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PREFACE. 


The  large  size  of  this  volume  on  Descriptive  Mineralogy,  exceeding  by  one-half 
the  corresponding  part  of  the  preceding  edition,  is  not  without  good  reason. 

In  the  first  place,  the  long  interval  of  fourteen  years  has  elapsed  since  the  last 
edition  was  published,  and  during  this  period  the  science  has  made  great  progress. 
Chemical  researches  have  been  carried  forward  in  connection  with  almost  every  spe- 
cies, and  analyses  have  been  largely  multiplied;  and  it  is  the  plan  of  the  work  to  be 
complete  in  this  department,  so  far  as  to  include  all  analyses.  Crystallographio 
investigations  also  have  been  numerous  and  important.  Moreover,  the  number  of 
species  has  been  much  enlarged,  and  every  part  of  the  science  has  had  accessions  of 
facts. 

In  addition,  a  new  feature  has  been  given  the  work,  in  the  systematic  recog-nition 
and  description  of  the  varieties  of  species.  The  first  edition  of  this  Treatise,  that  of 
1837,  was  written  in  the  spirit  of  the  school  of  Mohs.  The  multitudes  of  subdivi- 
sions into  subspecies,  varieties,  and  subvarieties,  based  largely  on  unimportant  cha- 
racters, which  had  encumbered  the  science  through  the  earlier  years  of  this  century, 
and  were  nearly  smothering  the  species,  were  thrown  almost  out  of  sight  by  Mohs, 
in  his  philosophic  purpose  to  give  prominence  and  precision  to  the  idea  of  the 
species.  Much  rubbish  was  cleared  away,  and  the  science  elevated  thereby  ;  but 
much  that  was  necessary  to  a  full  comprehension  of  minerals  in  their  diversified 
states  was  lost  sight  of.  In  the  present  edition  an  endeavor  is  made  to  give  varieties 
their  true  place  ;  and  to  insure  greater  exactness  with  regard  to  them,  the  original 
locality  of  each  is  stated  with  the  description. 

Further,  the  work  has  received  another  new  feature  in  its  historical  synonymy. 
A  list  of  synonyms  has  hitherto  been  mainly  an  index  to  works  or  papers  on  the 
species,  and  often  without  any  regard  to  the  original  describer  or  description. 
Hausmann's  admirable  Handbuch  (1847)  is  partly  an  exception.  Leonhard's 
"  Oryktognosie  "  (1821,  1826),  following  the  method  of  Reuss  of  the  opening  cen- 
tury, contains  a  full  catalogue  of  references  to  publications  on  each  species  ;  but  it 
fails  of  half  its  value  because  the  references  have  no  connection  in  any  way  with  the 
synonymy.  In  most  recent  works,  an  author  who  has  merely  adopted  a  name  is 
often  quoted  as  if  the  original  authority.  The  present  work  is  no  longer  open  to 
this  criticism.  As  now  issued,  the  first  author  and  first  place  of  publication  of  each 
species,  and  of  each  name  it  has  borne,  and  of  the  names  of  all  its  varieties,  are  stated 
in  chronological  order,  with  the  dates  of  all  pubhcations  cited  ;  and,  besides,  remarks 
are  added  in  the  text  when  the  subject  is  one  of  special  interest.  The  facts  and  con- 
clusions have  been  derived  in  almost  ah  cases  from  the  study  of  the  original  works 
themselves;  and  this  Treatise  has  become  thereby,  to  some  extent,  an  account  of 
ancient  as  well  as  modern  minerals.  These  historical  researches  added  a  third  to 
the  labor  of  preparing  the  edition  for  the  press,  thereby  delaying  the  publication  of 
.he  work  about  a  year.  But  such  studies  are  endless,  especially  when  they  relate  to 
past  centuries,  and  the  work,  however  long  continued,  must  be  incomplete.  As 
an  example  :  the  word  schorl,  which  figured  largely  in  the  mineralogy  of  the  last 
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century  and  the  earlier  part  of  the  present,  is  traced  by  some  writers  to  the  Swedish, 
and  is  cited  from  Cronstedt  (iVoS).  From  Dr.  Naumann,  of  Leipsic.  I  learned 
of  the  occurrence  of  the  word  in  the  Magnalia  Dei  of  Bruckmaxx  (1727).  After- 
ward I  found  it  in  Ercker's  Aula  Subterranea  (1595)  ;  and  later  in  Gesner  on 
Fossils  (1565),  and  in  the  Sarepta  of  Matthesius  (1562);  which  contahis  a  detailed 
description  of  it.  In  what  earlier  works  the  word  occurs,  and  what  was  its  origin, 
are  among  the  questions  unanswered.    (See  further  p.  205.) 

The  introduction  of  formulas  on  the  basis  of  the  new  system  of  chemistry,  with 
the  necessary  explanations,  constitutes  another  addition.  The  formulas,  it  will  be 
observed,  while  in  principle  those  of  the  leaders  of  the  system,  have  some  peculiar 
features,  serving  to  give  them  greater  compactness  on  the  page,  and  make  them 
more  easy  of  comparison,  and  bringing  out  well  the  unity  and  simplicity  of  type 
among  inorganic  compounds. 

In  these  and  other  ways  the  volume  has  unavoidably  become  enlarged.  Not  a 
page,  and  scarcely  a  paragraph,  of  the  preceding  edition  remains  unaltered,  and  fill] 
five-sixths  of  the  volume  have  been  printed  from  manuscript  copy.  I  may  here  add^ 
that,  notwithstanding  the  impaired  state  of  my  health,  this  manuscript — the  para- 
graphs on  the  pyrognostic  characters  excepted — was  almost  solely  in  the  handwri- 
ting of  the  author,  or  in  that  of  a  copyist  from  it.  Neither  the  consultation  of 
original  authorities,  the  drawing  of  conclusions,  nor  the  putting  of  the  results  on 
paper,  has  been  delegated  to  another.  And  being  now  but  half  way  between  the 
fifties  and  sixties,  it  is  my  hope  that  the  future  will  afford  another  opportunity  for 
similar  work. 

The  optical  qualities  of  minerals  have  been  but  briefly  stated,  and  in  general  for 
those  species  alone  which  seemed  to  require  this  addition  to  their  distinctive  charac- 
ters, as  a  full  presentation  of  them  would  have  added  much  more  to  the  size  of  the 
volume.  The  best  work  on  the  subject,  and  one  containing  many  original  observa- 
tions, is  the  excellent  Mineralogy  of  DesCloizeaux,  the  first  volume  of  which,  on  the 
Silicates,  was  published  in  1862.  The  second,  unfortunately  for  the  science,  has  not 
yet  appeared.  Other  works  in  this  department  are  Brooke  &  Miller's  Mineralogy 
(1852) ;  Grailich's  Vienna  edition  of  Miller's  Crystallography  (1856),  and  his  own 
Krystallographisch-optische  Untersuchungen  (1&58). 

In  classification,  the  general  system  remains  unaltered.  It  is  based  on  a  compre- 
hensive view  of  the  characters  of  minerals  as  species  in  the  inorganic  kingdom  of 
nature,  the  preeminence  being  given  to  chemical,  the  next  place  to  crvstallographic,  the 
third  to  the  different  physical  characters.  The  author  believes  (after  having  tried 
the  so-called  natural  history  system  of  Mohs  for  two  editions)  that  light  from  no 
source  should  be  shut  out  where  the  relations  of  species  and  groups  in  nature  are  to 
be  determined.  As  in  the  preceding  edition,  the  method  avoids  almost  entirely  the 
distinction,  in  most  cases  wrong,  founded  on  the  fact  of  the  base  in  oxygen  ternaiies 
or  salts  being  in  the  protoxyd  state,  or  in  the  sesquioxyd,  or  in  both  combined,  and 
proceeds  on  the  ground  that  the  basic  elements  in  these  and  the  other  different 
states  are  mutually  replaceable  in  certain  proportions  determined  by  their  combining 
power  with  oxygen.  But  while  the  progress  of  chemistry  and  the  kindred  sciences 
requires  no  modification  of  the  general  plan  of  the  classification,  but  gives  it  new 
support,  it  has  rendered  many  minor  changes  necessary,  and  some  that  are  of  much 
importance. 

The  historical  inquiries  above  alluded  to  were  prompted  by  a  desire  to  place  the 
nomenclature  of  mineralogy  on  a  permanent  basis.  They  were  incident  to  a  search 
after  a  reason  for  choosing  one  name  rather  than  another  from  among  the  nurabei 
that  stand  as  claimants.  Part  of  the  existing  diversity  is  due  to  national  partiality, 
and  much  of  it  to  indifference.  It  has  become  somewhat  common  for  authors  to 
select  the  name  they  like  best  without  reference  to  authority,  or  to  reject  an  old  foi 
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a  new  one  on  no  other  o;round  than  that  of  their  preference.  Increasinof  confusion 
m  nomenclature  has  consequently  attended  the  recent  progress  of  the  science ;  and 
in  view  of  this  fact  the  novel  expedient  has  been  tried  of  endeavoring  to  escape  the 
confusion  by  adding  one  more  to  the  number  of  names.  The  right  method  is  mani- 
festly that  which  has  proved  so  successful  in  the  other  natural  sciences,  viz.,  the 
recognition,  under  proper  restrictions,  of  the  law  of  priority  ;  and  this  method  the 
author  has  aimed  to  carry  out. 

Moreover,  it  has  seemed  best  that  the  science  should  not  only  have  a  system  of 
nomenclature,  but  should  also  stand  by  it ;  that,  accordingly,  the  termination 
ine,  which  is  prominently  chemical,  should  be  left  to  the  chemists,  and  that  other 
miscellaneous  endings  should,  as  far  as  possible,  be  set  aside,  or  be  made  to  conform 
to  the  system.  With  this  in  view,  changes  have  been  made  in  accordance  with 
the  principles  explained  in  the  course  of  the  remarks  beyond  on  Nomenclature. 

In  the  preparation  of  this  volume,  the  author  owes  much  to  the  cooperation  of  his 
friend.  Prof.  George  J.  Brush.  Prof  Brush  has  had  sole  charge  of  the  blowpipe 
department.  The  pvrognostic  characters  have  been  entirely  rewritten  by  him  ;  and 
while  he  has  had  the  works  of  Plattxer  and  von  Kobell  alwaj^s  at  hand,  he  has, 
for  much  the  larger  part  of  the  species,  made  personal  trials  of  the  reactions  before 
writing  them  out ;  so  that,  although  the  facts  stated  are  not  generally  new,  they  still 
are  mostly  from  his  own  observations.  His  skill  also  in  analytical  chemistry,  and 
his  thorough  knowledge  of  minerals,  have  enabled  him  to  remove  doubts,  afford  aid 
and  advice,  and  furnish  new  facts,  on  various  points  throughout  the  progress  of  the 
work.  Prof.  Brush  has  also  given  the  proofs,  while  the  work  was  in  the  press,  the 
benefit  of  his  revision. 

I  take  pleasure  also  in  acknowledging  the  assistance  of  Prof.  George  F.  Barker 
of  this  city,  an  excellent  chemist  in  both  the  old  and  new  systems,  during  the  last 
six  months  before  the  book  went  to  press  ;  and  later,  that  of  Sydney  L  Smith, 
assistant  in  the  zoological  department  of  Yale  College. 

The  author  is  under  obligations  to  many  men  of  science  for  their  kind  response 
to  his  inquiries,  and  for  much  information  in  their  letters;  among  whom  he  would 
mention,  with  gratitude,  Dr.  Carl  F.  Naumann  of  Leipzig,  W.  Haidinger  of  Vienna, 
Prof.  VON  Kobell  of  Munich,  Friedrich  Hessenberg  of  Frankfort-on-the-Main,  Dr. 
G.  voM  Rath  of  Bonn,  Dr.  G.  A.  Kenngott  of  Zurich,  Dr.  Hanns  Bruno  Geinitz 
of  Dresden,  Dr.  A.  Kunth  of  Berlin,  Dr.  A.  Krantz  of  Bonn  ;  Prof  Forchhammer  of 
Copenhagen,  Dr.  A.  E.  Nordenskiold  of  Stockholm,  Prof  C.  W.  Blomstrand  of 
Lund,  Sweden,  Mr.  L.  J.  Igelstrom  of  Filipstad,  Sweden,  Prof.  A.  E.  Arppe  of 
Christiania,  Norway;  Louis  S.emann  of  Paris,  whose  letters  were  numerous  and 
always  valuable,  and  whose  death,  in  1866,  w^as  a  misfortune  to  this  work  as  well  as 
to  the  sciences  he  cultivated  ;  Pr^jf  A.  DesCloizeaux  of  Paris,  A.  Damour  of  Paris, 
F.  PiSANi  of  Paris,  Mr.  Guyerdet  of  Paris ;  David  Forbes,  Esq.,  of  London,  X.  S. 
Maskelyne,  Esq.,  of  the  British  Museum ;  Dr.  F.  A.  Genth  of  Philadelphia,  Prof. 
C.  U.  Shepard  of  Amherst,  Prof  J.  P.  Cooke  of  Cambridge,  Mass.,  Prof.  C.  M. 
Warren  of  the  Technological  Institute,  Boston,  Prof  T.  S.  Hunt  of  Montreal,  Prof. 
Jas.  C.  Booth  of  the  U.  S.  Mint,  Philadelphia,  Prof.  H.  How  of  Windsor,  Xova 
Scotia,  Profs.  Silliman,  O.  C.  Marsh,  A.  E.  Verrill,  and  W.  H.  Brewer,  of  New 
Haven,  Ct.,  W.  W.  Jefferis,  Esq.,  of  Westchester,  Pa.,  and  Prof  A.  Winchell  of 
Ann  Arbor,  Michigan. 

In  addition,  the  book  has  received  private  contributions  to  the  text  of  analyses 
and  other  information  from  P.  Collier,  B.  S.  Burton,  C.  S.  Rodman,  C.  A.  Goess- 
MANN,  C.  S.  Sharples,  G.  F.  Barker,  G.  C.  Wheeler,  and  E.  W.  Root. 

Among  works  consulted,  the  publications  on  chemical  mineralogy  of  Hammelsberq 
of  Berlin,  and  especially  his  Mineralchemie,  have  affoi  ded  great  assistance.  The 
very  full  and  able  Annual  Reports  (or  Uebersichte)  of  Dr.  Kenngott  of  Zurich,  on 
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the  progress  of  mineralogy  from  1844  to  1861,  and  those  of  the  Giessen  Jahresbe- 
richt,  have  been  freely  and  constantly  consulted.  Much  use  has  been  made  also  of 
the  mineralogical  works  of  DesCloizeaux,  Dufrenoy,  Hausmann,  Breithaupt, 
Naumann,  Haidinger,  von  Kobell,  Kokscharof,  Hessenberg,  Quenstedt,  Brooke 
&  Miller,  Greg  &  Lettsom,  and  Shepard  ;  also  the  valuable  History  (Geschichte) 
of  Mineralogy  of  von  Kobell  ;  the  classical  work  on  the  Precious  Stones  and  Gems  of 
the  x^ncients  by  King  ;  and  the  various  recent  American  Geological  Eeports.  Among 
these  Reports,  the  volume  of  the  Canadian  survey  for  the  year  1863,  containing 
extended  mineralogical  contributions  by  Prof.  T.  S.  Hunt,  deserves  special  mention. 
A  full  list  of  the  works  consulted  in  studying  up  the  history  of  the  species,  and  the 
later  progress  of  the  science,  is  to  be  found  on  pages  xxxv  to  xlv  of  the  Introduction. 

In  Crystallography,  the  sources  of  recent  information  have  been  mainly  Kokscha- 
rof's  Mineralogie  Russlands,  and  his  Memoirs  in  the  Bulletin  of  the  St.  Petersburg 
Academy;  DesCloizeaux's  Mineralogie,  and  various  Memoirs;  the  Mineralogische 
Notizen  of  F.  Hessenberg,  of  which  eight  parts  have  appeared ;  Naumann's  and 
Quenstedt's  works  on  Mineralogy ;  the  Memoirs  of  Zippe,  von  Zepharovich,  Grai- 
LicH,  A.  ScHRAUF,  V.  Lang,  Zirkel,  and  Kenngott,  in  the  Berichte  and  Denkschrif- 
ten  (mostly  the  former)  of  the  Vienna  Academy  ;  of  Dauber,  G.  Rose,  vom  Rath, 
Schroder,  Schabus,  in  Poggendorff's  Annalen ;  of  Websky  and  vom  Rath,  in  the 
Zeitschrift  of  the  German  Geological  Society  at  Berlin ;  of  A.  E.  Nordenskiold,  in 
the  QEfversigt  of  the  Swedish  Academy  ;  of  Quintino  Sella,  in  his  Studii,  and  in 
the  publications  of  the  Turin  Academy  ;  of  Miller,  v.  Lang,  Maskelyne,  and  Greg, 
in  the  Philosophical  Magazine  ;  of  Prof.  J.  P.  Cooke,  in  the  American  Journal  of 
Science.  The  Mineralogy  of  Brooke  &  Miller  (1852)  has  been  freely  used  again, 
as  in  the  preparation  of  the  preceding  edition. 

This  volume  would  probably  be  more  acceptable  to  some  chemists  if  the  formulas 
on  the  old  system  were  rejected  altogether.  But  chemistry  has  not  advanced  so  far 
on  the  new  road,  but  that  most  mineralogical  papers  are  still  written  as  if  there  were 
no  new  system,  and  a  large  part  of  chemists  would  understand  the  constitution  of  the 
species  better  from  the  old  formulas  than  from  the  new.  Moreover,  the  great  majority 
of  the  persons  who  consult  a  Mineralogy  would  find  the  new  formulas  and  new  ter- 
minology quite  unintelligible.  It  has  seemed  reasonable  therefore  that  both  systems 
should  be  presented.  The  new  formulas  will  be  more  easily  understood  or  learned 
from  their  association  with  the  old,  and  thus  the  book  may  help  forward  the  views 
it  only  partially  adopts.  The  past  history  of  the  work  evinces  no  aversion  to  change 
where  the  progress  of  science  requires  it. 

This  work  has  been  posted  up,  as  far  as  was  possible,  to  the  date  of  publication. 
The  facts  which  have  come  to  hand  too  late  for  their  proper  place  in  the  volume, 
are  inserted  in  a  Supplement.  And  it  is  proposed  to  make  this  the  first  of  a  series 
of  supplements  to  appear  from  time  to  time  in  the  American  Journal  of  Science. 

A    -1  on  iQ«Q  JAMES  D.  DANA. 

April  30,  1868. 

From  the  Preface  to  the  First  Edition  (1837). 

*  *  ¥f  *  *  rpj^^  classification  of  the  mineral  species,  which  is  here  adopted, 
is  strictly  a  Natural  Arrangement.  The  superiority  of  this  method  is  exhibited  in 
the  body  of  the  work,  and  in  connection  with  the  remarks  on  Chemical  Classifica- 
tions, in  Appendix  B.  Although  founded  by  Mohs  on  the  external  characters  of 
minerals,  it  exhibits,  in  a  considerable  degree,  the  chemical  relations  of  the  species ; 
•and  those  who  are  accustomed  to  prefer  a  chemical  arrangement  will  probably  per- 
ceive that,  in  addition  to  such  qualities  as  appear  to  recommend  the  chemical  method, 
it  possesses  other  advantages  not  less  important. 
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The  changes  wbicli  have  been  made  in  the  nomenclature  of  minerals  appear  to  be 
demanded  by  the  state  of  the  Science.  The  present  names,  excepting  those  pro 
posed  by  Mohs,  are  utterly  devoid  of  system,  unless  we  may  consider  such  the 
addition  of  the  syllable  ite  to  words  of  various  languages  ;  and  even  this  glimmering 
of  system  has  been  capriciously  infringed  by  a  French  mineralogist  of  much  celebrity  ; 
— they  seldom  designate  any  quality  or  character  peculiar  to  the  mineral ;  neither 
do  they  exhibit  any  of  the  general  relations  of  the  species,  by  which  the  mind  may, 
at  a  glance,  discover  their  natural  associations,  and  be  assisted  in  obtaining  a  com- 
prehensive view  of  the  science.  On  the  contrary,  they  are  wholly  independent,  and 
often  worse  than  unmeaning,  appellatives,  and  are  only  tolerable  in  a  very  unadvanced 
state  of  the  Science.  As  a  necessary  consequence  of  this  looseness  of  nomenclature, 
most  of  the  species  are  embaiTassed  with  a  large  number  of  synonyms,  a  fertile 
source  of  confusion  and  difficulty. 

As  a  remedy  for  this  undesirable  state  of  things,  a  system  of  nomenclature,  con- 
structed on  the  plan  so  advantageously  pursued  in  Botany  and  Zoology,  was  proposed 
by  the  author  in  the  fourth  volume  of  the  Annals  of  the  New  York  Lyceum.  The 
necessity  for  something  of  the  kind  is  very  apparent,  and  the  author  trusts  that  it 
will  not  be  considered  a  needless  innovation.  ****** 


From  the  Preface  to  the  Second  Udition (ISM). 

The  natural  system  adopted  in  this  Treatise  has  received  such  modifications  in  the 
present  edition  as  were  demanded  by  the  advanced  state  of  the  Science ;  and  the 
systematic  nomenclature  has  required  some  corresponding  changes. 

Besides  the  natural  classification,  another,  placing  the  minerals  under  the  princi 
pal  element  in  their  composition,  has  been  given  in  Part  VII. ;  and  various  improve- 
ments on  the  usual  chemical  methods  have  been  introduced,  which  may  render  it 
acceptable  to  those  that  prefer  that  mode  of  arrangement.     *    *    *  * 


From  the  Preface  to  the  Third  Edition  (1850). 

This  Treatise,  in  the  present  edition,  has  undergone  so  various  and  extensive  alter- 
ations, that  few  of  its  original  features  will  be  recognized.  The  science  of  Mineralogy 
has  made  rapid  progress  in  the  past  six  years ;  chemistry  has  opened  to  us  a  better 
knowledge  of  the  nature  and  relations  of  compounds ;  and  philosophy  has  thrown 
new  light  on  the  principles  of  classification.  To  change  is  always  seeming  fickleness. 
But  not  to  change  with  the  advance  of  science,  is  worse  ;  it  is  persistence  in  error ; 
and,  therefore,  notwithstanding  the  former  adoption  of  what  has  been  called  the 
Natural  History  System,  and  the  pledge  to  its  support  given  by  the  author  in  sup- 
plying it  with  a  Latin  nomenclature,  the  whole  system,  its  classes,  orders,  genera,  and 
Latin  names,  have  been  rejected ;  and  even  the  trace  of  it  which  the  synonymy 
might  perhaps  rightly  bear  has  been  discarded.  The  system  has  subserved  its  pur- 
pose in  giving  precision  to  the  science,  and  displaying  many  of  the  natural  group- 
ings which  chemistry  was  slow  to  recognize.  But  there  are  errors  in  its  very  foun- 
dation, which  make  it  false  to  nature  in  its  most  essential  points  ;  and,  in  \iew  of  the 
character  of  these  eiTors,  we  are  willing  it  should  be  considered  a  relic  of  the  past. 
J  Yet  Science  is  far  from  being  ready  with  an  acceptable  substitute.  Most  chemical 
systems  have  been  more  artificial  than  the  "  natural"  system  ;  and  doubts  now  hang 


*  This  edition,  failing  to  find  a  publisher  in  New  York,  was  printed  at  the  expense  of  the 
author. 
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over  some  of  the  principles  of  cliemistry  that  are  Tvidest  in  their  influence  on  classi- 
fication. In  view  of  the  difficulties  on  either  side,  it  was  a  point  long  questioned, 
whether  to  venture  upon  a  classification  that  might  be  deemed  most  accordant  with 
truth  among  the  many  doubts  that  surround  the  subject ;  or  to  adopt  one  less  strict 
to  science,  that  might  serve  the  convenience  of  the  student  for  easy  reference,  and 
for  the  study  of  mineralogy  in  its  economical  bearings,  while,  at  the  same  time,  it 
should  exhibit  many  natural  relations,  and  inculcate  no  false  affiliations  or  distinc- 
tions of  species.  The  latter  alternative  has  been  adopted  ; — the  classification  is 
oftered  simply  as  a  convenient  arrangement,  and  not  an  exhibition  of  the  true  affini- 
ties of  species  in  the  highest  sense  of  the  term.  Among  the  Silicates,  however,  it 
will  be  perceived  that  the  gToupiugs  in  the  main  are  natural  groupings  ;  and,  through- 
out the  work,  special  care  has  been  taken  to  inculcate,  as  far  as  possible,  the  true 
relations  of  species,  both  by  remarks,  and  by  an  exhibition  of  them  in  tables.   *  * 


From  the  Preface  to  the  Fourth  Edition  (1854). 

In  the  Preface  to  the  last  edition  of  this  Treatise,  the  classification  of  minerals 
then  adopted  was  announced  as  only  a  temporary  expedient.  The  system  of  Mohs, 
valuable  in  its  day,  had  subserved  its  end ;  and  in  throwing  oft"  its  shackles  for  the 
more  consistent  principles  flowing  from  recent  views  in  Chemistry,  the  many  diffi- 
culties in  the  way  of  perfecting  a  new  classification  led  the  author  to  an  arrange- 
ment which  should  "  serve  the  convenience  of  the  student  w^ithout  pretending  to 
strict  science." 

A  classification  on  chemical  principles  was  however  proposed  in  the  latter  part  of 
the  volume,  in  which  the  Berzelian  method  was  coupled  with  crystallography  in  a 
manner  calculated  to  display  the  relations  of  species  in  composition  as  well  as  form, 
and  prominently  "  exhibit  the  various  cases  of  isomorphism  and  pleoraorphism 
among  minerals."  The  progress  of  Science  has  afforded  the  means  of  giving  greater 
precision  and  simplicity  to  this  arrangement,  until  now  it  seems  entitled  to  become 
the  authorized  method  of  a  System  of  Mineralogy.  Whether  regarded  from  a  phy- 
sical or  chemical  point  of  view,  the  groupings  appear  in  general  to  be  a  faithful 
exhibition  of  the  true  affinities  of  the  species. 

The  mind  uneducated  in  Science  may  revolt  at  seeing  a  metallic  mineral,  as 
galena,  side  by  side  with  one  of  unmetallic  lustre,  as  blende  ;  and  some  systems, 
in  accordance  with  this  prejudice,  place  these  species  in  separate  orders.  Like  the 
jeweller,  without  as  good  reason,  the  same  works  have  the  diamond  and  sapphire 
in  a  common  group.  But  it  is  one  of  the  sublime  lessons  taughi  in  the  very  por- 
tals of  Chemistry,  that  nature  rests  no  grand  distinctions  on  lustre,  hardness,  or 
color,  which  are  mere  externals,  and  this  truth  should  be  acknowledged  by  the  min- 
eralogist rather  than  defied.  Others,  while  recognizing  the  close  relations  of  the 
carbonates  of  hme,  iron,  zinc,  and  manganese  (calcite,  spathic  iron,  smithsonite,  and 
dialogite),  or  of  the  silicates  of  lime,  iron,  manganese  (wollastonite,  augite,  rhodo- 
nite), are  somewhat  startled  by  finding  silicate  of  zinc,  or  silicate  of  copper,  among 
the  silicates  of  the  earths,  or  of  other  oxyds.  But  the  distinction  of  "  useful  "  and 
"useless,"  or  of  "ores"  and  "stones,"  although  bearing  on  "economy,"  is  not 
Science.  ******** 
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INTRODUCTION. 


The  object  of  tliis  introduction  is  to  supply  such  tables  and  information  as  wiL 
make  the  work  convenient  for  use  ;  and,  toward  this  end,  some  explanations  of  an 
elementary  character  are  included,  with  special  reference  to  readers  uot  familiar  with 
chemistry  and  other  collateral  sciences. 

1.  General  Scheme  of  Arrangement  in  the  Descriptions. 

In  the  Descriptions  of  Species,  the  characteristics  are  mentioned  in  the  following 
order  : — 1,  Crystalline  Form  and  Structure  ;  2,  Hardness,  Specific  Gravity,  Lustre, 
Color,  Diaphaneity,  etc. ;  3,  Varieties,  Chemical  Composition  ;  4,  Pyrognostic  and 
other  Chemical  characters ;  5,  under  the  head  of  Observations,  Geological  position, 
Localities,  Mineral  associates,  etc. ;  6,  Altered  forms  ;  7,  Artificial  and  Furnace 
products. 

2.  Chemistry. 

1.  A  barred  letter  in  a  symbol  of  an  element,  in  the  table  of  atomic  w^eights  which 
follows,  and  also  throughout  the  work  (except  in  formulas  after  the  new  system,  see 
p.  xv),  signifies  two  atoms  of  the  element:  e.  g.^  Al=2  Al  or  AP. 

2.  Dots  over  a  symbol  stand  each  for  an  atom  of  oxygen  in  the  compound  referred 
to:  e.  g.,  Al=2  Al-f-3  0,  or  A?  0' ;  and  ]5a=rBaO. 

3.  The  atomic  weight  of  a  compound  equals  the  sum  of  the  atomic  weights  of  its 
constituents  :  e.  g.,  for  Al,  the  atomic  ^  weigh t=2  x  13-75  +  3  x  8=51*5  ;  for  Ba,= 
68-5 +  8=76-5  ;  for  ^1  gi,  the  atomic  weight=51 -5  + 30=81*5. 

4.  The  atomic  ratio  for  the  constituents  of  a  compound  is  the  ratio  between  the 
number  of  atoms  of  the  same  :  e.  g,,  for  the  aluminum  and  oxygen  in  ^1,  it  is  2  :  3  ; 
for  the  alumina  and  silica  in  i^l  Si  it  is  1  :  1,  there  being  1  of  alumina  to  1  of  silica; 
for  the  aluminum,  silicon,  and  oxygen  in  3rl  Si,  it  is  2:1:5,  there  being  in  the 
compound  2  of  aluminum,  1  of  silicon,  and  5  of  oxygen  (5  dots). 

5.  The  oxygen  ratio  for  the  constituents  of  an  oxygen  compound  is  the  ratio 
between  the  number  of  atoms  of  oxygen  in  the  different  oxygen  compounds  present : 
e.  g.,  the  0.  ratio  for  the  alumina  and  silica  in  Al  Si  is  3  :  2,  alumina  containing  3  O 
and  silica  2  0;  for  the  magnesia  and  silica  in  Mg  §i,  the  0.  ratio  is  1  :  2. 

6.  The  percentage  ratio  (or  number  of  parts  in  100)  for  the  constituents  of  a 
compound  is  deduced  from  the  ratio  between  the  atomic  weight  of  the  compound 
and  that  of  each  constituent:  e.  g.,  as  51*5  of  alumina  contain  24  of  oxygen,  so 
100  will  contain  46*6  ;  or,  for  the  percentage  of  aluminum,  51*5  :  27*5  :  :  100  : 
53*4  ;  again,  as  81*5^1  Si  contain  30  of  siUca,  hence  81*5  :  30  :  :  100  :  the  silica  in 
the  compound,  etc. ;  or  since  ^1  Si  contain  27*5  Al  +  14-0  Si  +  40*0  0,  making  in  all 
as  before  '81*5,  hence  81*5  :  27-5  ::  100  :  the  p.  c.  of  aluminum  ;  or  81*5  :  40  :  : 
100  :  the  p.  c.  of  oxygen ;  etc. 
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Alumtxtbi,  A1 

lo  (0 

Alumina,  iil 

01  D 

(U  <lo  D ) 

Antijiony  (Stibium),  Sb 

122 

Antimonious  acid,  Sb 

146 

Antimonic  acid,  Sb 

162 

ouipu.  ^tiiim.,  oD  o 

i  /  u 

Argextum,  Ag  (Silver) 

i  Uo 

Arsenic.  As 

(  0 

ArscTious  acid,  JLs 

QQ 

yy 

Arsenic  acid,  As 

1 15 

(U  .i4-78) 

oUipmQ  01  A.,  AS  o 

1 16 

AuRUM,  Au  (Gold) 

196 

Barium,  Ba 

Db  0 

Baryta,  !6a 

7d  0 

(0  10-45) 

X5J1.KI  L1L.IU  Jl,  X>t}  \^\jrlUCJnUlU^ 

^  1 

Be 

J  2  < 

(U  od) 

Bismuth,  Bi 

210 

Oxja  01  Bismuth,  Jii 

234 

(0  10  24) 

dORON,  X) 

1 1 

Boric  acid,  B 

35 

(U  Do-oT) 

Bromixe,  Br 

80 

CADinuM,  Cd 

56 

CiEsnBi,  Cs 

133 

Calcium,  Ca 

on 

Lime,  Ca 

28 

(U  28'0  () 

Carbon,  G 

6 

Carbonic  acid,  0 

22 

Cerium,  Ce 

46 

rrotosya  oi  0.,  Le 

54 

(0  14-81) 

Chlorine,  CI 

35-46 

Hydrochlor.  acid,  H  CI 

36-46 

CKROMIUil,  Cr 

26-24 

Oxyd  of  Chromium,  €r 

•76-48  (0  31-38) 

Chromic  acid,  Or 

50-24  (0  47-77) 

Cobalt,  Co 

29-5 

o  1  0 

\\J  1 1  o4 j 

CoLTjMBiUM,  Cb  (Niobiiim) 

94 

Columbic  acid,  Cb 

(U  l\3  OOJ 

Copper  (Cuprum),  Cu 

9  1  •'7 

T  1  •A 

1  1  -i 

/■n  1 1  •90^ 

i.  I  j 

39*7 

90-1  'i'^ 

JJlDY^llUM,  IJ 

Ti^RT^TTTAf  Tn^i 

J-JIVJI>1  I  '  iU^  All 

56*3 

Tri?T?T?TT\r  /Tmn^ 

98 

T^m■^r^■^'\7^^  nf  Trnn  T7o 
X.  l\JKj\JjLy  \X  Ul  JlUIi,   X"  t; 

36 

\\J  j 

OtrSsU  ULUA  V  U,  Ul   J.  1  UU,  rc 

80 

Fluorine,  F 

19 

Xlj  Ul  UllUUI  lU  dLlU,  XX  J? 

90 

(^  jo; 

Clucinuh  (BGryllium),  Bb 

4-7 

VjriUCllld,,  J>t> 

19-7 

Gold  (-A-urum),  Au 

lyo 

Hydrargyrum,  Hg  (MGrcury) 

iUU 

w  aier,  xi 

q 

00  syj 

TvDTTTir  Tn 

35-9 

TnTiTvi?  T 

lUX/XJ^Xij  X 

1  97 
J.  i.  \ 

T"RTr)Tn\r  Tr 

99 

28 

X  iUtUAJ'^X  Ul    I-IUU,    X  o 

36 

(0  22-22) 

ot:bC|u.iUAy u  Ul  XI UU,  rt; 

80 

(0  30) 

TTATTTTAr  TT  fPntpcjainm^ 

X\_£3.X«X  U  AL,    XV   ^X  VyLtAOOlLliXl  1 

39-11 

Potassa,  K, 

47-11  (0  16-98) 

XjA>i  iH  A>»  UAl,  Xja 

46-4 

54-4 

(0  14-7) 

Lead  (Plumbum),  Pb 

I0:V5 

Oxyd  of  Lead,  J»b 

111-5 

(0  7-17) 

Lime,  see  Calcium. 

Lithium,  Li 

7 

Lithia,  Li 

15 

(0  53  33) 

Magnesium,  Mg 

12 

1 

^1 

0-4660 

As 

0-3478 

Ba 

0-1046 

Be 

0-63 

Ca 

0-2857 

C 

0-7273 

€r 

0-3138 

Cr 

0-4777 

to 

0-2133 

€u 

Oil  20 

Cu 

0-2015 

Fe 

0-2222 

.  2  3 

0-9320  1-3980 

0-6956  1-0434 

0-  2091  0-8187 

1-  26  1-89 

0-  5714  0-8571 

1-  4546  2-1819 
0-6276  0-9414 
0-9554  1  4381 
0  4266  0-6400 
0-2-i40  0-:^360 
0-4030  0-6045 
0-4444  0-6666 


4  5 

1-8640  2-3301 

1-  3913  1-7391  , 

0-  4183  0-5228 

2-  52  S-15 

1-  :428  1-4285 

2-  9092  3-6;:i65 
l-25o2  1-5690 
1-9008  2-3885 
0-S583  1-0667 
044S0  0-5600 
0-8060  1  0075 
0-8888  1-1110 


6 

7 

2-7961 

3-2621 

2()869 

2-4347 

0-6274 

0-7320 

3-78 

4-41 

1-7142 

1  -9999 

4-363S 

5-(i91l 

1-8828 

2-1967 

2-8602 

3-3389 

l-28ii0 

1-4933 

0-6720 

0-7840 

1-2090 

1-4105 

1-3332 

1-5554 

8  9 

3-7281  4-1941 

2-7826  3-1304 

0-  8866  0-9411 
5-04  5-67 

2  2857  2-5714 

5-8184  6  5457 

2-  51()5  2-8243 

3 -  82  If,  4-2993 

1-  7066  1-9200 

0-  8960  1-0080 

1-  6120  1-8136 
1-7776  1-9998 
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Magnesia,  Mg 

20 

(0  40) 

Maxgaxese.  Mn 

27*5 

Protoxyd  or  31.,  Mn 

35'5 

(0  22-53) 

Sesquioxyd  oi  j1,,  Mn 

79 

(0  30  38) 

Mercury  (Hydrargyrum),  Hg 

100 

Molybdenum.  Mo 

46 

Molybdic  acid,  Mo 

70 

(0  34  28) 

Natrium,  Na  (Sodium) 

23 

Soda,  Xa 

31 

(0  25-81) 

Nickel,  Ni 

29*5 

Protoxyd  of  Nickel,  Ni 

37o 

(0  21-33) 

Niobium  (Columbium),  Cb 

94 

Columbic  acid,  Cb 

134 

(0  29-85) 

NiTROGEX,  N 

14 

iSitric  acid,  JN 

54 

(0  74  07) 

jN  ±1  u 

26 

Osmium,  Os 

99-5 

OXYGEX,  0 

8 

Palladium,  Pd 

53 

Phosphorus,  P 

31 

Phosphoric  acid,  ^ 

71 

(0  56-34) 

Platixum,  Pt 

98-94 

Plumbum,  Pb  (Lead) 

103-5 

Osyd  of  Lead,  f  b 

111-5 

(0  7-17) 

POTASSiuii  (Kahum),  K 

39-11 

Potassa,  K 

47-11  (0  16-98) 

Qu^CKSILVER  (Hydrargyrum)  Hg  1 00 

Rhodium,  Pth 

52-16 

Rubidium,  Rb 

85-4 

Ruthenium,  Ru 

52-16 

Selenium,  Se 

39-5 

SiLICIUM,  Si 

14 

Silica.  Si 

30 

(0  53-33) 

Silver  (Argentum),  Ag 

108 

Sodium  (Natrium),  Na 

23 

ioocia,  jSSl 

oi 

oi  ANNUM,  on  (±in) 

ov 

uxyu  01  ±in,  on 

i  0 

OliijlUjl,  OU         IJ  LllllUUy  y 

122 

^  LillLliULllUUs  dLitlf  OU 

146 

162 

ouipn.  /inLiui.,  oO  O 

170 

(S  28-24 

oiKUNllUM,  or 

43-75 

Slrontia,  fer 

51-75  (0  15-4G) 

oULJrllljK,  O 

16 

Sulphuric  acid,  S 

40 

(U  bV) 

A  VT  \  T  TT"Vr  'Pq 
_L  A-N          U -il,    -L  d 

Laniauc  acici, 

222 

(U  18  01) 

'PuTTTrPTr^r  To 

-L  XiLiijlJ  tvlu  AL.  ±  C/ 

64*14 

Ttt  *  T  T  Trr\r  Tl 
IHALLIUM,  11 

XUKJiilLM,  ±11 

119 

135 

(U  11  o4) 

±        ^OLcU-liiuXilJ,  Oil 

59 

Ht-vrl  nf  Tin  'in 

usya.  01  iin,  on 

75 

(0  21-33) 

Ttt  k  VTTrvr  Ti 

illAiMUJl,  -Ll 

25 

Titf(Tn'r>  nmd  Ti 

JLitdlllL/  dUlU,  Xi 

41 

(0  39-02) 

Tungsten  (Wolframium),  W 

92 

JL  UUgOllU  dvlU.,  >V 

IIB 

(0  20-69) 

TTx>  K  vTTTAr  TT 
UriA-NiUJl,  U 

59-4 

jrroToxyci  oi  u.,  u 

67-4 

(0  11-87) 

142-8 

(0  16-S) 

V  ANADIUM,  V 

65-5 

T\.'nT  FP  A  ArfTTAr  TV  /^Timcrcj+pn^ 

\V  Ulji  xiA.Ul  U -11,     I?  ^XUllgotCil^ 

92 

Tungstic  acid,  W 

116 

(0  20-69) 

'VTT'RTTn.r  "V 
XXI  xvJL  U  31,  X 

32-18 

Yttria,  Y 

40-18 

(0  19-16) 

Zinc,  Zn 

32-53 

Oxyd  of  Zinc,  2,n 

40-53  (0  19-74) 

ZlRCONHUM,  Zr 

44-80 

Zirconia,  Zr 

60-80  (0  26-31) 

1 


0-8889 

K 

0-1698 

Li 

0-5333 

Mg 

0-40 

Mn 

0-2253 

Mn 

0-3038 

0-7407 

Na 

0-2581 

0-5t34 

0-0717 

Si 

0-5333 

Sr 

0-1545 

2  3 

1-7778  2-6667 

0-  3396  0-5094 

1-  0666  1-5999 
0-80  1-20 
0-4507  0-6760 

0-  6076  0-9113 

1-  4814  2  2221 

0-  5162  0-7743 

1-  1268  1-6902 

0-  1435  0-2152 

1-  0666  1-6O00 
0-3091  0-4637 


4 

5 

3-5556 

4-4445 

0-6792 

0-8491 

2-1332 

2-6665 

1-60 

2-00 

0-9014 

1-1267 

1-2151 

1-5190 

2-9628 

3-7035 

1-0324 

1-2905 

2-2536 

2-8170 

0-2870 

0-3587 

2-1333 

2-6n66 

0-6183 

0-7729 

6  7 

5-3334  6-2223 

1-  0189  1  1887 

3-  1998  3-7331 

2-  40  2-80 
1-3521  1-5774 
1-8227  2-1265 

4-  4442  5-1849 
1-5486  1-8067 

3-  3804  3-9438 
0-4304  0-5022 
3-2000  3-7333 
0-9275  1-0821 


8  9 

7-1112  8-0001 

1-3585  1-5283 

4-  2664  4-7997 

3-  20  3-60 

1-  8028  2-0281 

2-  4304  2-7341 

5-  9256  6-6663 
2-0648  2-3229 

4-  5072  5-0706 

0-  5740  0-6457 
42666  4-8000 

1-  2367  1-3913 


xiv 
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The  percentage  of  oxygen  in  each  of  tlie  oxygen  compounds  enumerated  in  the 
preceding  table  of  atomic  weights  is  stated  in  parentheses  after  the  atomic  weight  of 
the  compound  ;  and  th-Q  percentage  of  sulphur,  in  the  same  manner,  after  the  atomic 
weight  of  many  of  the  sulphids. 

7.  The  atomic  ratio  is  calculated  from  the  percentage  ratio,  by  dividing  each 
number  by  the  atomic  weight  of  the  constituent :  the  percentage  ratio  of  Al  and  0 
in  alumina  being  53-4  :  46-6,  53-4—  13-75  gives  3*93,  and  46-9^8=5'85  ;  whence 
the  ratio  3*93  :  5*85,  which,  by  dividing  the  larger  by  the  smaller,  is  found  to  equal 
1  :  1*5  or  2  :  3,  which  is  the  atomic  ratio  of  the  aluminum  to  the  oxygen. 

For  the  compound  ^1  Si,  the  percentage  of  silica  and  alumina  is  36'8,  63*2  ; 
whence,  dividing  the  former  by  30  (at,  w.  of  silica),  and  the  latter  by  51 -5  (at.  w.  of 
aluminaj,  the  ratio  obtained  is  1  :  1,  the  compound  consisting  of  1  of  each  alumina 
and  silica ;  or  taking  the  percentage  for  the  silicon,  aluminum,  and  oxygen  in  the 
same,  and  dividing  them,  respectively,  by  14,  13*75,  8,  the  ratio  deduced  would  be 
1  :  2  :  5. 

8.  The  ratio  of  alumina  and  silica  in  a  compound  may  also  be  obtained  by  com- 
paring the  amounts  of  oxygen  in  the  percentages  of  the  constituents.  Take,  e.  g., 
a  silicate  of  alumina  consisting  of  Si  36*8,  ^1  63*2=100.  If  100  of  silica  contain 
53-33  of  oxygen  (see  table)  then  36-8  will  contain  36-8  X '5333  or  19-625  (since  100  : 
36*8  :  :  53-33  :  the  required  percentage) ;  so  if  100  of  alumina  contain  46'6 
of  oxygen,  63-2  will  contain  46-6x*632  or  29-45;  now  19-625  :  29-45  (the  ratio 
obtained)=2  :  3 ;  and  since  silica  contains  2  of  oxygen  and  alumina  3,  it  follows 
from  the  result  of  the  calculation  that  the  compound  contains  1  of  silica  to  1  of 
alumina,  or  has  the  formula  ^1  Si.  This  is  the  usual  method  of  calculating  the  ratio 
of  the  constituents  in  the  case  of  oxyds.  It  involves  multiplications  of  the  percent- 
age of  each  of  the  constituents  by  the  percentage  of  oxygen  for  that  constituent ; 
and  in  order  to  facilitate  these  multiplications  a  table  is  given  below  the  table  of 
atomic  weights,  containing  multiples  of  these  oxygen  percentages  for  each  of  the 
digits  1  to  9. 

9.  The  letter  R  is  used  as  a  general  symbol  for  any  element ;  R,  for  protoxyds  in 
general ;   R,  for  sesquioxyds  in  general. 

10.  In  the  formula  3  Ca^  Si  + Al'  si^  the  prefix  3  applies  to  the  whole  Ca'^  Si  (or, 
in  general,  to  all  before  the  first  comma,  or  first  -f-  or  —  ) ;  but  the  small  only  to  Ca, 
it  signifying  2  Ca;  and,  in  the  second  part,  the  small  ^  signifies  that  there  are  2  Al, 
and  the  small  ^,  3  Si.  The  oxygen  ratio  for  the  Ca  and  Si  in  the  first  part  is  1  :  1, 
there  "being  2  Ca  to  1  Si,  2  Ca  as  well  as  1  Si  containing  2  0  ;  and  in  the  second  part 
it  is  1  :  1,  there  being  2  Al  to  3  Si.  The  oxygen  ratio  for  the  whole  Ca,  Al,  si  in 
the  foi-mula  is  6  :  6  :  12=1  :  1  :  2 ;  and  for  the  Ca4-  Al,  Si  it  is  1  -}- 1  :  2  or  1  :  1. 

In  the  formula  (i  Ca^  +  Y  index    signifies  2  of  all  within  the  paren- 

thesis. The  oxygen  ratio  of  the  part  in  the  parenthesis  is  1  :  1,  there  being  i  Ca' 
to  i  Al ;  the  0.  ratio  for  Ca,  Al,  Si,  in  the  formula,  is  1  :  1  :  2  ;  and  for  Ca+Al,  Si,  it 
is  1  :  1.  Thus  the  two  formulas  here  explained  express  identically  the  same  consti- 
tution. 

There  are  many  compounds  allied  to  the  above,  for  example:  (J  Mg^+J  Al)^  Si^, 
(1  Fe^  +  i  Al)'  Si',  (i  Mg'  +  i  5Pe)'  Si',  etc.  The  symbol  R  is  used,  in  the  manner  above 
explained,  in  writing  a  general  formula  for  the  group  containing  these  and  other  re- 
lated compounds;  as  (|  fi)^  Si'.  So  It  C  is  a  general  symbol  for  any  carbonate 
of  a  protoxyd — whether  of  lime,  magnesia,  oxyd  of  zinc,  or  any  other  base. 

11.  In  the  preceding  table,  and  throughout  this  volume,  except  under  the  sulphur 
compounds,  As,  Sb,  Bi,  Ni,  P,  in  formulas  under  the  old  system,  would  be  more 
correctly  written  Aso,  Sbo,  Bio,  Xij,  P^,  or  As,  Sb,  fii,  5vi,  P.  The  atomic  weights 
of  these  elements  in  the  table  are  double  the  value  which  is  often  given  them  in  the 
old  system. 
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12.  Binary  compounds  are  those  consisting  of  elements  of  two  tinds,  those  of  one 
kind  negative  to  the  other :  e.  g.,  magnesia,  Mg  0,  consisting  of  magnesium  and 
oxygen ;  water,  H  0  ;  silicic  acid,  or  silica,  Si  0^ ;  pvrite,  Fe  S\ 

Ternary  compounds  (called  also  salts  and  double  binaries)  consist  of  elements  of 
three  kinds,  (l)  basic,  (2)  acidic,  (3)  acidijic.  Thus  a  silicate  of  lime  and  magnesia 
(or  calcium  and  magnesium)  contains  (1)  calcium  and  magnesium,  (2)  silicon,  (3) 
oxygen;  sulphate  of  lead  contains  (1)  lead,  (2)  sulphur,  (3)  oxygen;  the  sulphauti- 
nronite,  jamesonite,  contains  (1)  lead  and  iron,  (2)  antimony,  (3)  sulphur. 

13.  Poly  meres  are  distinct  substances  that  are  atomically  multiples  of  a  common 
type.    Thus  the  compounds  2  O  H',  3  O       4  O      (generally  written 

O*  H^),  are  polymeres  of  O 

14.  The -following  principle  is  of  great  importance  in  connection  with  the  chemical 
constitution  of  inorganic  compounds,  and  although  explained  briefly  elsewhere  (pp. 
1-3  and  202),  deserves  to  be  formally  stated  in  this  place : 

The  replacing  power  of  the  elements  is  in  proportion  to  their  combining  power,  this 
combining  poiver  being  reckoned  in  number  of  atoms  of  oxygen  (or  sulphur,  or  the 
acidific  element,  whatever  it  may  be). 

The  line  A,  below,  contains  the  formulas  of  the  different  kinds  of  oxyds ;  B,  the 
same,  divided  each  by  its  number  of  atoms  of  oxygen  (that  is,  severally,  for  the  suc- 
cessive members,  by  1,  3,  2,  5,  3,  V,  4),  by  which  division  they  are  reduced  to  the 
protoxyd  form ;  C,  the  basic  elements  without  the  oxygen : 

A.  RO         R'^O^         RO''         R^O^         RO^         R^O'  RO* 

B.  RO         RfO  Rio         R^O         R^O         R'O  R^O 

C.  R  Rf  Ri  rI  Ri  Rt 

According  to  the  above  law,  the  R,  R  *,  R'^,  etc.,  in  the  last  line  are  mutually  replace- 
able, 1  for  1,  although  in  atomic  w^eight  there  is  a  variation  from  1  to  \.  They 
represent  different  states  in  which  elements  may  exist,  and  have,  to  a  certain  extent, 
independent  element-like  relations.  In  some  cases,  as  in  iron,  four  of  these  states 
are  represented  in  a  single  element,  the  compounds  (1)  Fe  0,  Fe  S,  (2)  Fe"  0^  (3) 

Fe  S',  (4)  Fe  0',  containing  this  metal  in  the  four  states  Fe,  Fe%  Fe^  Fe\ 

These  different  states  of  elements  are  best  designated  in  the  symbol  by  the  letters 
of  the  Greek  alphabet,  as  thus  the  confusion  arising  from  the  conflicting  numbers 
for  atomic  weights  and  combining  relations  are  avoided.  The  above  lines  A,  B,  C, 
thus  written,  will  become  : 

A  gRO        3,5R0        2>R0       5  (5R  0        ScRO       T^RO  4r;R0 

B.  aRO  iffRO  yRO        JRO         eRO        ^RO  /?R0 

C.  aR  /?R  yR  JR  £R  ^R  r,R 

In  each  table  the  line  B  is  like  C,  except  in  the  addition  of  O;  and  the  line  A  is 
equivalent  to  B  multiplied  for  the  successive  members  by  the  number  of  atoms  of 
oxygen  in  the  oxyds,  that  is,  severally,  by  1,  3,  2,  5,  3,  7,  4.  Examples  of  the  use 
of  these  symbols  are  unnecessary  here,  as  they  occur  on  the  pages  referred  to,  and 
throughout  the  volume. 

15.  In  the  statements  of  analyses  throughout  this  volume,  the  use  of  brackets 
enclosing  figures  implies  that  the  substance  referred  to  was  determined  by  the  loss. 

New  System  of  Chemistry.  In  the  new  system  of  Chemistry  many  of  the  elements 
have  their  atomic  weio-hts  of  double  the  value  given  in  the  preceding  table,  and  theii 
symbols  are  accordingly  written  with  a  barred  letter,  as  follows  : 
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16.  Table  of  Atomic  Weights  according  to  the  New  System. 


Alurninum, 

27-5 

Grlucinum,  fie 

9  4 

ixiiouiuiii,  itn 

A.ntimoDy,  Sb 

122 

Gold  111 

196 

Rubidium,  Rb 

1  '7A.O 

Argent  um,  Ag 

108 

Hydrargyrum,  Hg 

200 

XVUllicLLiULLij  XtU 

J  U4  d4 

Arsenic,  As 

75 

Hydrogen,  H 

1 

I  «7 

Aurum,  Au 

196 

Iodine,  I 

127 

BariuiQ,  Ba 

137 

Iridium,  Ir 

198 

Beryllium,  fie 

9-4 

Iron  Fe 

56 

Bismuth,  fii 

210 

Banthanum  £a 

92-8 

Ota.iJJ-LU.UJj  OH 

lift 

Boron,  Bo 

11-0 

Lead,  Pb 

207 

OtlUlULUj  OU 

122 

Bromine,  Br 

80 

Lithium,  Li 

7 

Strontium^  Sr 

87"5 

Cadmium,  €(1 

112 

Mag'uesium, 

24 

RnlnVinr  ^ 

OUijJiiUI,  o 

Q9 

Caesium,  Cs 

133 

Maiiganese,  Mn 

65 

Tantalum 

182 

Calcium,  "Ga 

40 

Merourv  Htr 

200 

Tpllnrinm 

1  98-98 

Carbon,  O 

1 2 

Molybdenum,  ?(fo 

92 

TViJillinTTi  Tl 

X  XlctiliULLIj  Xi 

Cerium,  -Ge 

92 

Nickel,  ^i 

59 

Tin,  Sn 

118 

Chlorine,  CI 

35-40 

Nitrogen,  N 

14 

Titanium,  Ti 

60 

Chromium,  €r 

52-48 

Osmium,  Os 

199 

Tungsten,  W 

184 

Cobalt,  €o 

59 

Oxygen,  O 

16 

Uranium,  If 

118-8 

Columbium,  -Gb 

188 

Palladium,  Pd 

106 

Vanadium,  ^ 

137 

Copper,  6u 

63-4 

Phosphorus,  P 

31 

Yttrium,  ¥ 

64-36 

Erbium,  Eb 

112-6 

Platinum,  Pt 

197-88 

Zinc,  Zn 

65 

Ferrum,  Fe 

56 

Plumbum,  Pb 

207 

Zirconium,  Zr 

89-6 

Fluorine,  F 

19 

Potassium,  K 

391 

The  elements  in  tbe  preceding  table  whose  atomic  weights  are  not  doubled  (or 
which  have  not  barred  letters  in  the  symbols),  are  hydrogen  ;  gold,  silver;  the  alkali 
metals,  potassimn,  etc. ;  the  arsenic  group,  arsenic,  antimony,  bismuth,  nitrogen, 
phosphorus,  with  boron  ;  the  chlorine  group,  chlorine,  bromine,  iodine. 

17.  In  the  combinations  between  elements  of  the  former  series  occur,  hydrogen 
being  taken  as  the  unit,  the  ratios  1  :  1,  1  :  3,  1  :  5  ;  and,  with  reference  to  the  odd 
numbers  1,  3,  5,  these  elements  are  called  ^:>mssa(/s.  While  in  the  combinations 
between  elements  of  the  latter  series  occur,  taking  the  same  unit,  the  ratios  2  :  2, 
2  :  4,  2  :  6 ;  and  these,  in  view  of  the  even  numbers,  are  called  artiads.  The  words 
TSpjtftToc:  and  'vpTjo?  were  the  words  for  odd  and  even  numbers  in  ancient  arithmetic. 

18.  As  oxygen  is  one  of  the  doubled  elements,  a  protoxyd  of  a  perissad  must  con- 
tain 2  of  the  latter ;  and  water,  accordingly,  has  the  fonnula  H2O,  potash  K2O,  soda 
NasO,  etc.  But  the  protoxyds  of  elements  of  the  other  series  have  simply  the  sym- 
bols MgO  for  magnesia,  ^aO  for  lime,  etc. 

19.  In  the  formulas  of  the  salts,  or  ternaries^  instead  of  dividing  the  oxygen 
between  the  acidific  and  basic  elements  (thus  making  the  acid  and  base  in  the  com- 
pound distinct,  as  in  the  old  system),  the  symbol  of  each  of  the  elements  is  placed 
separately.  Thus,  Mg^  Si  becomes  Si  Mg2  O4 ;  or,  in  the  method  of  wiiting  adopted 
in  this  work,  SiHOilMo^s. 

20.  It  IS  held  that  in  some  classes  of  compounds  only  part  of  the  oxygen  serves 
to  unite  the  acidic  element  (Si)  to  the  basic.  For  example,  for  Mg  Si  the  for 
mula  is  Si  OHOoliMg,  only  two  of  the  three  of  oxygen  being  regarded  as  uniting  oxy 
gen.    To  explain  : 

20.  As  silicon  combines  with  20,  and  20  are  equivalent  to  4  H  ;  and  magnesia,  o: 
any  pi-otoxyd,  with  lO,  which  equals  2  H  ;  the  combining  character  of  silicon  is  repr& 
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H 

sented  bv  Si   ,  and  tliat  of  magnesium  bv  H — — H,  silicon  haxmgfoiir  bonds  of 

V  \ 
H  H 

attraction  (being  therefore  a  tetrad),  and  magnesium  two  (it  being  a  dyad).  Combi 

H  HH 
\  /  \ 

niug  the  two  makes  Si  Mg.    Substituting  O  for  2  H  in  the  diagram,  it  becomes 

e  /  \  / 

/\         H  HH 

0=Si       Mg ;  in  which  only  two  O  unite  the  Mg  and  Si,  one  B  being  combined 

\  / 

e 

alone  with  the  Si.    Hence  the  form  of  the  above  fonnula,  Si  O|I02|lMg. 

If  the  silica  is  combined  with  two  of  magnesia  (using  the  language  of  the  old  sys- 
tem), the  diagTam  becomes 

HH         HH  O  O 

/\/\  /\/\ 
M"-  Si  Mo- ;  and,  substituting  oxvgen  as  before,  Mtr       Si      Me.  Here 

^\      /  \     /    °  ^  \  /  \  /  ^ 

HH      HH  e  e 

all  the  oxygen  is  uniting/  oxygen,  and  the  formula  is  accordingly  Si|I04||Mg2. 

21.  The  number  of  atoms  of  uniting  oxygen  is  equal  to  the  number  of  bonds  of 
attraction  in  the  basic  or  acidic  element,  according  as  the  former  or  latter  has  the 
smaller  number.  If,  in  the  case  of  a  compound  containing  one  of  silica,  the  base  is 
one  of  a  protoxyd  (on  the  old  system),  there  are  two  bonds  of  attraction  in  the  prot- 
oxyd,  and  therefore  Oj  is  the  uniting  oxygen,  one  O  remaining  with  the  Si.  If  the 
base  is  tw^o  of  a  protoxyd  there  are  four  bonds  of  attraction  in  the  basic  element  (as 
well  as  the  acidic),  and  the  uniting  oxygen  is  O4.  If  the  base  is  three  of  a  protoxyd, 
or  one  of  a  sesquioxyd,  the  silica  then  has  the  smaller  number  of  bonds  of  attraction, 
namely  but /o Mr,  and  the  uniting  oxygen  will  be  O4,  the  rest  being  united  with  the 
basic  element  and  not  the  silicon ;  and  it  cannot  exceed  this,  however  much  the 
amount  of  base  be  increased,  it  being  determined  by  the  greatest  number  of  bonds  of 
attraction  common  to  the  two,  the  basic  and  acidic  elements.  With  two  of  silica  the 
bonds  of  attraction  will  be  eight,  and  so  on. 

22.  The  rule  above  given  may  be  also  stated  in  tenns  of  the  oxygen  of  the  base 
and  acid  in  the  old  system  :  the  number  of  atom?*  of  uniting  oxygen  is  double  the 
number  of  atoms  of  oxygen  of  the  base,  unless  the  number  of  atoms  of  the  base  is 
greater  than  that  of  the  acid ;  and  in  this  latter  case  it  is  double  the  number  of 
atoms  of  oxygen  in  the  acid.  In  the  former  case  the  formula  should  have  the 
non-uniting  0  after  the  symbol  of  the  acidic  element  (after  Si  in  a  silicate,  S  in  a 
sulphate,  etc.) ;  in  the  latter,  it  is  written  after  that  of  the  basic  element.  In  the 
former,  the  acidic  element  makes  the  left  part  of  the  formula  ;  in  the  latter  the  formula 
is  turned  about,  and  it  makes  the  right  part.    See  for  examples  of  the  latter,  p.  362. 

23.  For  the  sulphur.,  selenium,  and  tellurium  compounds  (that  is,  sulphids,  etc.), 
the  formulas  are  like  those  of  the  oxygen  compounds,  except  that  S,  Se,  or  is 
substituted  for  O.  So  also  for  ternary  fluorids.  In  some  oxygen  compounds  (topaz, 
etc.)  O  is  replaced  in  part  by  F2  (or,  as  the  s^nnbol  for  fluorine  may  then  be  written, 
¥) ;  and  in  a  few^  others,  by  CI2. 

24.  In  the  new  system  the  expressions  on  p.  xv,  /5R,  ^R,  5R,  sR,  etc.,  become 
i3R,  yR,  6R,  sR  ;  or,  in  the  case  of  perissads,  /feRa,  7R2,  etc.  As,  ^s,  and  B  of  the  old 
system  become  As2  O3',  and  B2  O3  in  the  new,  and  As  and  B  are  not  monads,  these 
foramlas  are  equivalent  under  the  new  system  to  3  jSAs  O,  3  /3B  O. 

25.  The  classification  in  this  work  is  based  on  the  following  classification  of  the 
elements,  a  partial  exhibition  of  which  is  presented  beyond  on  pages  1-3,  and  202. 
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Series  I. 

A.  Perissads. 

Potassium,  Sodium,  Csesinm, 
Rubidium,  Lithium,  Thallium, 
Hydrogen,  Silver,  Gold. 


Classifi cation  of  the  Ehmunts, 
Series  11. 

A.  Perissads. 

Nitrogeu.  Phosphorus,  Arsenic, 
Antimony,  Bismuth,  Colum- 
bium.  Tantalum,  in  the 
state. 
Boron  ? 

B.  AHiads. 
1.  Sulphur  Group. 


B.  Ariiads. 

1.  Irox-Alumestjm  Group. 

a.  Iron  Sub-group. — Platinum, 
etc.,  Copper,  Lead,  etc..  Iron, 
Cobalt,  Zioc,  Cadmium,  Nic- 
kel, Manganese,  Chromium, 
Tungsten,  etc.,  Cerium,  Yttri- 
um, etc.,  Magnesium,  Calcium, 
Strontium,  Barium ;  also  Hs, 

K2,  Na.j,  etc.  •  C.  Artiad. 

I.  ALUMiNmi  Sub-group.— Alu-  Sulphur  frS),  Selenium,  Telluri-  Oxygen, 
minum  (/ -  Al) :  also  (i¥e,  ,5Mu, 
/}€r,  /^B,  etc. 

2.  Tlx  Group. 

Tin,  Titanium.  Zirconium,  Tho- 
rium ;  also  >  H2,  yFe,  yMn, 
yfjO,  yPb,  y-Gu,  etc. 

This  classification  assumes  that  the  metal  iron,  for  example,  when  in  the  deutoxyd 
state,  is  of  the  same  group  with  titanium  or  tin  in  the  deutoxyd  state  ;  that  chromium, 
molybdenum,  etc.,  in  the  tritoxyd  state,  belong  to  the  same  group  with  sulphur,  sele- 
nium, boron,  etc.,  in  the  tritoxyd  state ;  and  further,  that  while  silicon  and  the  ele- 
ments of  the  tin  group  are  unquestionably  allied,  the  latter  are  basic  to  the  former 
in  all  combinations  of  the  two. 

In  the  earlier  part  of  the  volume,  the  formulas  on  the  new  system  are  not  given. 
Examples  of  the  several  kinds  under  each  of  the  subdivisions  are  here  presented, 
and  from  them  the  student  will  easily  supply  those  here  omitted. 

26.  Sulphids,  Tellurids^  Selenids,  Arsenids^  Antimonids^  Bismuthids.  The  fol- 
lowing are  the  formulas  of  species  from  the  lists  on  pages  26,  34,  84,  85,  each  being 
indicated  by  its  number  instead  of  its  name.  The  atomic  weights  of  the  sulphur 
and  arsenic  groups  in  the  new  system  are  relatively  the  same  with  those  that  are 
used  in  the  sections  beyond  on  the  Sulphids,  those  of  the  arsenic  series  employed  in 
these  sections  being  half  less  than  are  given  in  the  table  on  pages  xii,  xiii. 


Sulphur  ffS),  Selenium,  Telluri- 
rium,  Molybdenum  ;  also  £Fe, 

2.  Carbon-Silicon  Group. 

Carbon,  Silicon ;  also  yS,  ySe, 
yTe,  etc. 


Series  III. 

A.  Perissads. 
Chlorine,  Bromine,  Iodine. 


B.  Perissad  (or  Artiad). 
Fluorine. 


1. 

2,  L 
2,  IL 


26.  AsaSj 

35.  Ag4  Sb 

40.  AgaS 

41.  (Ag2,Pb)S 

44.  PbS 

45.  PbSe 


27.  AS2S3 

36.  AgiaBi 

46.  (Pb,  Ou)  So 

47.  (Pb,  eg)Se 

48.  PbTe 

49.  (€u,  Fe)S 


34.  M0S2 

37.  eusAsa 
56.  ZnS 
58.  AgjTe 

61.  euS 

62.  (eu,  Ag,)  s 
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2,  III.  75.  Fe  S or  yFea  82  86.      (S,  As)2,  or  y^U  (S,  As)2 

81.  2  eo  S+eo  S2,  or  (^0,  y  Co)2  S2  94.  Fe  (S,  As)o,  or  yFe2  (S,  As)2 

83.  {Go,  Fe,       Asa,  or  yRa  Asa  98.  (Ags  Aua)  Tea 

85.  eo  (S,  As)2,  or  y€o2  (S,  As)2  100.  Ou  S 

3.  101.  Sb2S,||S,||€u  113.     AsoSISJPba  125.     (eu,  eic,  ^fSeKSb.,  As..) 
102.  Bi.S.iS.ljOu           117.        Sb.||Se|i(Ag-o)3  127.     (Ou,  Fe),  S|Sc|lAs2 

104.  Sb-i  S.,l|S2iiFe  118.        As,||S6|(Ag2)3  128.  (Pb4  S|Sc|lSb2 

105.  As2S,||S,||Pb  119.        Sb,||S6!i(eu,  Pb)3         129.  Pb.,  S^iSfijliSb^,  As,) 
108.  Sb2S.2iS,||Ag2          121.        Bi,||S6||€u3                ISO.       (Ag2)5  S.,||Se||Sb2 

110.  As,S3|S3||eu|         122.        SbolSeiPbg  131.  (Ag2,eu)ioS-|S6|KSb2  + As.) 

111.  Sb2  Sj|S4||(Pb,  Ag2)a  123.  (Bi2,Sb)|S6iPb3  132.  As2S2|lS6|eu 

27.  ChloridSj  Bromids,  lodids.  For  the  CUorids,  Bromids,  lodids,  p.  110,  the 
following  are  examples  of  the  new  formulas : 

136.  HgoCla  142.  AgBr  147.  (K2,  Mg)  CI2+4  aq 

137.  KCI  143.  Agl  148.  (-Ga,  Mg)  CI2+4  aq 

138.  NaCl  144  Hgals  150.  Pb(iCl2+|0) 

139.  NH4CI  145.  PbCla  151.  Pb(iClo  +  |e) 

140.  Ag  a  146.  Fe2  Clg 

28.  Fluorids,  Under  the  Fluorids,  if  fluorine  is  taken  as  a  perissad,  among  the 
formulas  of  p.  123,  Ca  F=in  the  new  system,  Oa  F2  •  Ce  F^Oe  F2 ;  3  Na  F-f- AP  F^ 
=Xa6  AI2  F,2 ;  (Ca,  Na)2  F+ AP  F^=(ea,  Naa)^  Fe. 

29.  Oxyds.  A.  Yov  Anhydrous  Oxyds,i^^.  131,  132,  examples  of  the  formulas 
are : 

1.  173.  Mg0  175.  HaO  176.  2nO 

2.  179.  AI2  Oa.  or  /? AI3  03  181.  (Fe,  /iFe,  yTi)s 
180.  Fe2  Oa,  or  5Fe3  O3                         182.  (€a,  yTi)3  O3 

3.  1.  183.  (iMg+f  (/3Al,/?Fe))4e4  187.  (i  Mg  + 1 /?Fe)4  04 

184.  (iFe+f  /?Al)4e4  188.  (i  (Zn,  Fe,  Mn)  +  f  (/?Fe, /?Mn))4 

186.  (i  Fe  +  f  /?Fe)4  O4  189.  (i  (Fe,  Mg,  €r)  +  f  /?R)4  O4 

3,  2.  191.  (ifie+i/JAl)4e4 

4.  192.  SnOa,  0rySn2O2  195.  (^Mn+i  yMn)2  O2 
1 93.  Ti  02,  or  yTia  Oa  1 97.  (i  Pb  +  i  yPb)2  O2 

The  general  formula  for  the  Spinel  group  is  (J R+ J  3R)4  O4. 

The  spinel  formula  written,  as  ordinarily  done  under  tlie  new  system,  without  the 
Greek  symhol,  would  be  (R  +  ROOi.  But  this  formula  contains  the  fiction  of  2  R 
in  Ro  O3 ;  when,  in  fact,  while  there  are  2  R  in  atomic  weight,  there  are  actually 
3  R  in  replacing  power,  as  already  explained  (p.  xv).  Some  additional  sign  is 
therefore  required  to  make  the  formula  tell  the  truth,  and  this  is  afforded  either  by 
adding  other  numbers  to  the  barred  letters,  or  by  the  use  of  the  Greek  letters  aa 
here  adopted. 

30.  B.  For  the  Hydrous  Oxyds,  p.  167,  the  formulas  become,  if  the  species  are 
regarded  as  only  oxyds : 

202.  (iHo+f /3Fe)3  03  204  (i  Hs+f '':^Fe)3  Oa  206.  (i  H2  +  f  <?Fe)3  03 

203.  (iH2  +  |0^Al)3  03  205.  (i  H2 +f /5Mn)3  03  207.  (|  Ha  +  f /SFe)a  0s 
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208.  (|H2  +  i(^Fe,/?Al))3e3  212.  (i  H^+i /?A1)3  Os  215.  (|  H^+i    /9Fe+|  Mg)  3 

2n9.  {i'EL,+i{P^,0¥e))ses  213.  (i     +  i  ./JFejg  O3  Oa  +  S  aq 

210.  (iH2+iMg)3  03  214.  (|H2+i(i/?Al  +  |  Mg))3  216.  {^K.+i  {i3B,  0¥e)h 

211.  (iH,+iMn)3  03  O3  +  2  aq 

But  if  ternaries  (or  salts),  as  generally  admitted,  the  formulas  are : 
202.  /?Fe3  OsIIOolIHa  207.  /?Fe3  eie4iH4  211.  Mnje^-H^ 

2<.3.  /Jzyg  e,i|e.||H2  208.       Fe)3  e||e4||H4       212.  /jTyslOeiHg 

204.  /?Fe3  Oo||e,||H2  209.          Fe)3  eiie4iH4  213.  /JFesiOellHs 

205.  /?Mn3  0,ie.||Il2  210.               Mg||e,||H2  214.  Mg)3|ie6||Ho 

206.  /?Fe6e3ll06||H6                            or    MgsieoiHe  215.  (/?Fg,  Mg)3ie6||H6 
or  ,5Fe,  e  ||0,||H2                            or  3  (MgllO.iH^)  216.  Fe)3ie6|lfl6 

31.  C.  For  tlie  Oxyds  of  Elements  of  the  Arsenic  Group,  etc.,  p.  138,  the  fonnulas 
are : 

219.  ASiOg  222.       Bi,  Og  .   224.        Mo  O3  (or,  cMosOs) 

220.  Sb,  03  223.       Bi,  O3  +  Q  226.        Sb^  (O,  S), 

The  hydrate d  species  are  properly  ternaries ;  but  there  is  still  some  doubt  over 
their  composition. 


3.  Physical  and  Blowpipe  Characters. 


1.  In  the  descriptions  of  the  physical  characters  of  minerals,  H.  stands  for  hard- 
ness, and  G.  for  specific  gravity. 

2.  The  scale  of  hardness  is  as  follows,  crystallized  varieties  of  the  minerals  men- 
tioned being  meant :  1,  Talc  ;  2,  Gypsum  ;  3,  Calcite  ;  4,  Fluorite  ;  5,  Apatite  ; 
6,  Orthoclase  ;  7,  Quartz;  8,  Topaz  ;  9,  Corundum  ;  10,  Diamond. 

3.  In  crystallized  minerals  of  the  Isometric  system,  the  physical  characters  are  the 
same  in  the  directions  of  the  three  axes,  and  in  the  directions  of  lines  situated  sym- 
metrically with  reference  to  these  axes.  In  the  Tetragonal  and  Hexagonal  systems, 
these  characters  in  a  vertical  direction  differ  from  those  in  a  horizontal  or  transverse. 
The  optical  axis  has  the  direction  of  the  vertical  axis. 

4.  In  crystals  of  the  remahiing  systems  there  are  two  axes  of  polarization.  A  line 
bisecting  the  acute,  or  the  obtuse,  angle  between  these  optical  axes  is  called  a  bisec- 
trix ;  that  bisecting  the  acute  angle  is  the  acute  bisectrix,  or  the  bisectrix,  as  the  term 
is  eanployed  in  the  descriptions  beyond  ;  that  bisecting  the  obtuse  angle  (and  which 
is  at  right  angles  to  the  acute)  is  the  obtuse  or  conjugate  bisectrix. 

5.  In  the  Orthorhombic  system,  the  two  bisectrices  are  parallel  lO  the  crystallo- 
graphic  axes  ;  and,  consequently,  the  plane  of  the  optical  axes  (the  optic-axial  plane) 
is  parallel  to  one  of  the  diametric  sections  of  the  crystal,  and  is  at  right  angles  to 
the  other  two. 

By  a  diametric  plane  or  section,  as  here  used,  is  meant  a  plane  passing  through 
any  two  of  the  crj'stallographic  axes ;  that  is,  one  through  each  a  and  &,  a  and  c,  or 
b  and  c. 

6.  In  mineral  species,  the  position  of  the  bisectrix  is  constant,  or  nearly  so,  whiie 
the  optic-axial  angle  often  varies  widely.  The  angles  mentioned  in  the  descriptions 
are  those  taken  in  the  air,  unless  it  is  otherwise  stated. 

v.  Under  Blowpipe  characters,  B.B.  stands  for  before  the  blowpipe;  O.F.  for 
oxydizing  flame;  R.F.  for  reducing  flame.  A  closed  tube  is  a  small  glass  tube  closed 
at  one  end. 
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The  followina:  is  the  scale  of  fusibility  adopted  (that  of  von  Kobell) :  1,  Gra? 
Antimony  ;  2,  Natrolite  ;  3,  Almandine  (var.  of  garnet) ;  4,  Green  Actinolite 
5,  Orthoclase  ;  6,  Bronzite. 

4.  Crystallography. 

1.  The  systems  of  crystallization  are  as  follows: 

1.  Having  the  axes  equal.    The  Isometric  system. 

2.  Having  only  the  lateral  axes  equal.    The  Tetragonal  and  Hexagonal. 

8.  Having  the  axes  unequal.    The  Orthorhombic,  Monoclinic,  and  Triclinic. 


i  0 

0 

c 

f 

The  names  ilonometric.  Diraetric.  and  Trimetric,  used  in  former  editions  of  this  work,  liave 
been  set  aside  for  the  above  for  tu^o  reasons:  (Ij  the  fact  that  the  names  want  precision,  ihe 
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hexagonal  system  being  as  much  dimetric  as  the  tetragonal,  and  the  monoclinic  and  triclinic  as 
much  trimeiric  as  the  orthorhombic ;  (2)  the  desire  to  promote  uniformity  in  the  language  of 
science.  The  names  employed  appear  to  be  the  best  that  have  been  proposed,  and  those  most 
generally  used ;  and  hence  those  that  have  tlie  best  claim  for  universal  adoption. 

A.  Isometric  Syste^n.  2.  Some  of  the  simpler  isometric  forms  are  represented  in 
figures  1  to  50.  Fig.  1,  a  cube  (with  three  equal  axes) ;  2,  an  octahedron  (or  regu- 
lar octahedron) ;  3,  a  dodecahedron  (or  rhombic  dodecahedron) ;  4,  5,  combination 
of  cube  and  dodecahedron  ;  6,  7,  cubo-octahedron  ;  8,  combination  of  octahedron 
and  dodecahedron  (by  noting  the  lettering,  like  planes  being  lettered  alike  through- 
out, the  several  combinations  are  easily  read  off);  10,  a  trapezohedron  (24-faced 
solid);  15,  id.,  another  variety;  31,  a  tetrahedron;  47,  48,  the  pentagonal  dodeca- 
hedron in  different  positions. 

3.  The  following  are  some  of  the  angles  among  isometric  forms  ;  adjacent  planes 
are  to  be  understood,  unless  it  is  stated  otherwise  : 


OA  0=90°,  f.  1. 

0  A  ]  =  125  16',  f.  6,  7. 

0  Az=135,  f.  4,  5. 

0  A  i-^= 

C>Ai-i=rl43  8 

OA^-f=140  11 

0Ai;-f=141  20 

OA  1-1=146  19 

OA  4-2  =  153  26,  f.  16,  17. 

OaH=156  48 

OA«-|=158  12 

OA  4-3=161  34 

OA  4-4=165  58 

OA  4-5  =  168  41 

OA  4-40=178  34 

OA  ^-1=133  19 

0  A  i-i|=l36  45 

OA  2-2  =  144  44,  f.  9,  10. 

0  A  H=150  30 

0  A  3-3  =  154  46,  f.  15. 

OaH=147  15 

OA  I,  ov.  1,  =  115  14 

OA  2,     '!    =109  28.  f.  23. 

OA  3,     "    =103  16 

0  A  2-i=164  46 

O  A  3-i  =  143  18,  f.  26,  27. 

OA  4-2  =  150  48 

0  A  5-^=147  41 
OA  7-1=155  42 
OA -1:^1=152  4 

1  A  1  =  109  28,  f.  2. 
1  A  1,  top,  =  70  32 

1  A  4=  144  44,  f.  8. 

1  A  4-1=144  15 

1  A  4-1=143  56 

1  A  4-1=143  11 

1  A  4-2=140  16,  f.  12. 

1  A  4-^=188  68 

1  A  4-3  =  136  54 

1  A  4-4=134  26 

1  A  4-5  =  132  48 

1  A  1-1  =  168  41 


1  A  2-2  =  160°  32',  f.  11. 

1  A  H=157  25 

1  A  3-3  =  150  30,  f  20. 

1  A  1=169  49 

1  A  2  =  164  12,  f.  24. 

1  A  3  =  158 

1  A  3-1=157  45 

1  A  4-2  =  151  52 

1  A  5-f=lol  25 

1  A  7-5  =  145  46 

1  A  V-V-=lol  47 

4  A  4=120,  f.  3. 

4  A  i,  ov.  top, =90 

4A4-f=173  39 

4  A  4-f  =  l7l  52 

4  A  4-1=167  42 

4  A  4-2=161  34,  f.  21. 

4  A  4-1=156  48 

4  A  4-3  =  153  26 

i  A  4-4=149  2 

^^  4-5  =  146  18 

4  A  2-2  =  150 

4  A  .3-1  =  160  54 

4  A  3-3=148  31 

4  A  4-^=166  6 

4  A  5-^=162  584 

4  A  ^1-3  =  150  45 
2-2  A  2-2,  B,=131  49,  f.  10. 
2-2  A  2-2,  C,  =  146  27 

2-  2  A  2-2.  ov.  top,  =  109  28 
I  A  f.  B,  =  135  48 

I  A  f,  a  =  119  38 

3-  3  A  3-3,  B,  =  144  54,  f.  15. 

3-  3  A  3-3,  C,  =  129  31 
4-2-a  A        A,  =  121  43 
«-7tA4-ff,  C,  =  177  3f 

4H  A4-5-,  A,  =  127  34 
A  4-1,  C,  =  167  19 

4-  i  A4-I,  A,  =  129  47 
4-f  A4-i  C,  =  163  44 
4-1  A  4-1,  A,  =  133  49 
4-1  A  4-i,  C,  =  157  23 


i'2  A  4-2,  A,  =  143°  8',  f  17. 
4-2  A  4-2,  C,  =  143  8 
4-2  A  4-2,  ov.  top,  =  126  52 
4-2  A  4-3=171  52 
4-2  A  2-2  =  155  54 
4-3  A  4-3,  A,  =  154  9,  f.  18. 
4-3  A  i-3,  C,  =  126  52 
2  A  2,  A,  =  152  44,  f.  25. 

2  A  2,  B,  =  141  3i 

3  A  3,  A,  =  142  8 

3  A  3,  B,  =  153  28| 
3-f,  A,  =  158  13 
3-1,  B,  =  149 

3-  ^,  C,  =  158  13 

4-  2,  A,  =  162  15 
4-2,  B,  =  154  47-J 

4-  2,  C,  =  144  3 
2-^,  A,  =  164  54^ 
2-i  B,  =  136  24 
2-i,  C,  =  164  54i 

5-  ^,  A.  =  152  20 
5-1,  B,  =  160  32 
5-^,  C,  =  152  20 
7-^,  A,  =  158  47 
7-5,  B,  =  165  2 
7-5,  C,  =  136  47 
f-a  A,  =  163  49 
H,  B,  =  157  3i 
t-^,  C,  =  138  48 
■L^J-.!!  A,  =  166  57 

B,  =  152  7 

C.  =  140  9 
4-i  A,  =  147  48 
4-^,  B,  =  157  23 

4-  A  C,  =  164  3i 

5-  ^,  A,  =  152  20 
5--^,  B,  =  160  32 
5-i  C,  =  152  20 
V-3,  A,  =  172  51 
V-3,  B,  =  154  33 
V-3,  C,  =  128  16 


The  angles  A,  B,  C,  above,  are  those  over  the  edges  so  lettered  in  the  figure  referred 
to,  or  over  the  corresponding  edges  in  related  forms. 

4.  Figures  29  to  49  YQ^vt^ewi  hemihedral  forms,  or  those  havnng  for  some  or  all  the 
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planes  lialf  tLe  number  which  complete  symmetry  requires.  In  f.  29  the  plane  1 
occurs  on  only  half  the  8  solid  angles,  and  31,  the  tetrahedron,  results  from  the 
extension  of  these  planes  ;  and  so  for  the  rest.  Fiofures  29  to  40  are  of  inclined 
hemihedrons  ;  and  41-49  of  parallel  hemikedrons.  Some  of  the  angles  are  as  fol- 
lows ;  many  are  the  same  as  for  the  preceding  forms. 
29  *         30  31 


3lA 


2 
2 
3 
3 

1-  l 
14 

2-  2 

2-  2 

3-  3 


A  2, 
A  2. 
A3,' 
A  3, 
A|. 

A  2- 
A  2- 
A3. 


=  70- 

A,  = 

B.  = 

A.  = 

B,  = 
X  = 
B,= 
h  B, 

h  C,: 

2,  C, 

3,  B, 


32',  f.  31, 
162  39^ 
82  10 
152  44 
90,  f.  37a. 
142  8 
99  5 
=  93  22 
=  160  15 
=  109  28, 
=  146  26^ 
=124  7 


31a. 


f.  34. 


3-3  A  8-3.  C.  =  134=  2' 
3-1  A3-:i,  A.  =  158  13,  f.  39. 
3-^A3-i  B,  =  110  .^5^ 

3-  1  A  3-^,  C.  =  153  13  ' 

4-  2  A  4-2,  A.  =  162  15 
4-2  A  4-2,  B,  =  124  51 
4-2  A  4-2,  C,  =  144  3 
i'}Ai-l  A,  =  112  37 
i-|A2-|,  C,  =  11T  29 
i-2Ai-2,  A,  =  126  52,  f.  47,  48. 
i--lAi-2,  C,  =  113  35 

i-3  A  i-3.  A,  =  143  8 


2-3    i.-s,  C,  =  107°  274-' 
?-4    /-4,  A.  =  151  56 

i-4,  C.  =  10S  36i 
4-2  A  4-2,  A,  =  128  15 
4-2  A  4-2,  B.  =  154  474- 

4-  2  A  4-2,  C,  =  131  49^ 

3-3  A  3-1,  A.  =  115  23,  f.45A. 
3-|A3-f,  B.  =  149 
3-1  A  3-1,  C.  =  141  47 

5-  f  A54,  A,  =  119  34- 
5-1 A  5-^,  B,  =  160  32 
54  A  5-^,  C,  =  131  5 


In  the  forms  ?-|,  {-2  (f.  47),  z-4,  A  is  the  angle  at  the  longer  edge,  and  C 
that  at  either  of  the  others. 


xxiv 


mTRODrCTION. 


50a  Fig.  50  represents  a  common  twin  or  compomid  crystal  in  the 

~  isometric  system ;  and  50a  illustrates  that  it  corresponds  to  an  octa- 
hedron cut  across  the  middle  parallel  to  an  octahedral  face,  with  one 
half  revolved  60  or  180  degrees. 

B.  Tetragonal  System.  (Also  called  Quadratic,  Pyramidal,  Monodi- 
metric,  Dimetric,  Zwei-und-einaxige.)    5.  In  the  Tetragonal  system 
the  lateral  axes  (^>)  are  eqiiid,  being  the  diameters  or  diagonals  of  a 
square,  while  the  vertical  {a)  is  either  longer  or  shorter  than  the  lateral. 

6.  Owing  to  the  square  form,  the  planes  of  a  kind  are  in  fours  or  eights.  The 
like  planes  on  the  four  solid  angles  make  a  4-sided  pyramid,  and  those  of  the  two 
extremities  combined  a  square  octahedron.  For  any  species  one  such  octahedron 
may  be  assumed  to  have  the  vertical  axis  la ;  and  then  the  other  octahedral  planes 
on  the  same  angles,  with  shorter  or  longer  vertical  axes,  have  the  vertical  axis  a  mul- 
tiple or  submultiple  of  a ;  as  ^a,  ^a,  etc.,  2a,  |a,  3a,  etc. ;  and  the  planes  of  such 
octahedrons  are  accordingly  lettered  1,  -j,     2,  |,  3,  etc. 

7.  So  again  like  planes  on  the  four  edges  of  each  base  make  an  octahedron,  but 
of  an  intermediate  series,  called  the  diametric,  the  planes  being  parallel  to  a  lateral 
axis  or  diagonal.  The  vertical  axis  varies  by  simple  ratios,  as  in  the  other  series  ; 
but  in  the  lettering,  as  the  planes  are  parallel  to  a  lateral  axis  (and  would  therefore 
meet  it  only  at  an  infinite  distance),  this  parallelism  is  expressed  by  adding  the  letter 
i,  initial  of  infinity.    Thus       \-i,  2-i,  3-?',  etc. 

8.  With  the  lengthening  of  the  octahedron  in  each  series,  the  numeral  becomes 
larger  and  larger,  until  the  octahedron  is  merged  in  a  vertical  square  prism,  its 
planes  parallel  to  the  vertical  axis.  This  parallelism,  expressed  by  the  letter  i  again, 
as  just  explained,  gives  for  the  lettering  of  the  square  prism  of  the  first  or  fundamental 
series,  ^or  /;  and  for  that  of  the  second  or  diametric,  i-i.  The  figures  on  pages  277, 
273,  are  examples  of  these  forms,  and  also  of  the  double  8-?ided  pyramids  and  8-sided 
prisms  which  occur  in  this  system. 

9.  The  angles  between  the  planes  on  the  vertical  edges  and  /,  or  i-i,  are  the  same 
as  those  hanng  similar  symbols  in  the  isometric  system,  noting  only  this  difierence 
in  the  lettering,  that  0  in  the  cube  is  i-i  in  the  square  prism  :  thus  0  A^-2  in  the  cube 
or  other  isometric  form  is  the  same  with  i-i  a  i-2  in  the  tetragonal  system  ;  and  so  on. 

10.  The  length  of  the  vei-tical  axis  a  is  calculated  fi*om  the  supplement  {S)  of  the 
angle  0  a  l-^.  A  line  drawn  vertically  on  the  plane  l-i  (f.  260,  p.  277),  that  is,  at  right 
angles  to  the  lower  or  upper  side,  is  the  hypothenuse  of  a  right-angled  triangle,  the 
basal  side  of  which  triangle  is  parallel  to  a  lateral  axis  6,  and  the  vertical  parallel  to  the 
vertical  axis  a.  These  sides  have  the  ratios,  therefore,  of  the  two  axes ;  and  taking 
6=unity,  a=tan  A  (or  angle  of  triangle  at  base,  or  opposite  a).  This  angle  A 
equals  the  supplement  of  0  a  l-i ;  and  therefore,  calling  this  supplement  S,  a=tan  S. 

11.  The  value  of  the  axis  may  also  be  obtained  from  the  supplement  (*S')  of  the 
angle  0  a  1,  by  the  equation  : 

a=tan  iS^'  — sec  45° :  whence  loo;  a=looj  tan  S' — 10*1 5051 50. 

C.  Hexagonal  System.  12.  This  system  differs  from  the  Tetragonal  in  having 
three  equal  lateral  axes  (6)  instead  of  two ;  the  vertical  (a)  is  at  right  angles  to  the 
lateral  (fig.  A). 

13.  In  the  Hexagonal  section  of  the  system  the  symmetry  of  the  crystals  is  by 
sixes  and  twelves,  as  in  figs.  A  to  D ;  f.  440,  p.  530 ;  f.  527,  p.  627.  In  f.  B,  1  cor- 
responds to  a  hexagonal  pyramid  of  the  fundamental  series,  and  1-'^,  |-2,  2-2,  to 
similar  pyramids  of  the  intermediate  series ;  /  is  the  hexagonal  prism  of  the  former 
series,  and  i-2  that  of  the  intermediate  prism.  /a/=120',  /Ai-2=:150',  i-2Ai.2, 
ov.  I,=l'20\ 

14.  In  the  Rhombohedral  section  of  the  system,  the  planes  1,  2,  3,     etc.,  are 
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planes  of  rhotnboliedrons,  liaving  for  the  vertical  axis  la,  2r/,  3a,  |-a,  etc.,  la 
being  the  value  of  the  axis  in  the  fundamental  rhombohedron,  (R)  (figs.,  p.  6).  The 
angle  of  a  rhombohedron  mentioned  is  always  that  over  a  terminal  edge,  as  that 
between  the  upper  planes  R  of  figure  141,  p.  141.  On  gradually  shortening  the  rhom- 
bohedron in  fig.  141,  it  may  become  ^R,  ^R,  and  so  on,  till  the  length  becomes  0, 


^  A  B  D 


and  the  rhombohedron  is  reduced  to  a  flat  plane.  Hence,  staiting  from  this  plane 
fwhich  corresponds  to  the  basal  plane  of  the  rhombohedron  or  hexagonal  prism),  the 
rhombohedron  as  it  elongates  reaches  the  form  of  fig.  141  ;  and  continuing  the 
elongation,  the  vertical  axis  doubles,  trebles,  and  so  on,  till  finally  it  becomes  infinite, 
and  the  rhombohedron  is  then  a  six-sided  prism.  If  a  diminution  in  length  now 
commences  by  planes  inclined  to  the  opposite  extremities  of  the  vertical  axis,  these 
planes  correspond  to  another  series  of  rhombohedrons  which  are  distinguished  by  a 
minus  ( — ).    The  planes 

0....i..l..2.../  (or  oo)  2..— 1..— 1....0, 

lie  in  a  single  vertical  zone.    Figs.  550,  551,  p.  070,  represent  the  forms  R,  -2, 

15.  The  value  of  the  vertical  axis  a  is  obtained  from  the  supplement: 
Of  0  A  1-2  [S)  by  the  equation  a=tan  S. 

Of  Oai    [S')  by  the  equation  a=tan  >S"-j-soc  30^ 

The  latter  gives  log  a=log  tan  S' — 10-0624694. 

D.  Orthorhombic  System.  (Also  called  Rectangular,  Prismatic,  Trimetric,  Ein 
und-einaxige.)  16.  In  the  Orthorhombic  system  the  three  axes  are  unequal  and  inter 
sect  at  right  angles;  and  the  three  diametric  planes,  or 
those  containing  the  axes,  are  consequently  rectangular 
in  intersection. 

The  annexed  figure  represents  a  rectangular  prism 
with  replaced  edges  and  angles. 

17.  a,  b,  c,  are  the  axes,  of  which  a  is  the  vertical,  b 
the  shorter  lateral  or  brachydiagonal,  c  the  longer  lateral 
or  macrodiagonal.  0  is  the  banal  plane  of  the  prism ; 
i-l  the  larger  lateral  plane,  parallel  to  the  longer  lateral 
axis;  i-i  the  smaller  lateral  plane,  parallel  to  the  shorter 
lateral  axis. 

18.  /  are  planes  on  the  edges  of  the  rectangular  prism, 
which  when  extended  would  foi-ra  a  vertical  rhombic 
prism,  having  its  axes  b  and  c  in  the  ratio  of  16  :  Ic. 
It  is  therefore  the  unit  ov  fundamental  vertical  'prism. 

19.  \-i  are  planes  parallel  to  the  longer  lateral  axis, 
and  having  for  the  axes  a,  6,  the  ratio  la  :  16  ;  extended 
upwards  they  form  a  dome  (so  named  from  do?nus,  a 
house),  which  is  called  the  macrodome.    The  planes  l-i 
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in  a  similar  manner  form  what  is  called  a  hrachydome,  they  being  parallel  to  the 
shorter  lateral  axis;  its  axes  a,  c,  have  the  ratio  la  :  Ic,  that  is,  the  two  diag'onals  of 
this  horizontal  prism  have  this  ratio.  These  two  domes  are  therefore  the  unit  domes 
Their  summit  angles  are  of  course  supplements  of  their  basal  angles  (or  those  ovei 
the  vertical  planes  i-i). 

'20.  If  the  axis  6=1 ;  half  the  obtuse  angle  of  the  prism  /  be  called  X;  half  the 
summit  angle  of  the  macrodome  l-l,  Y,  and  half  the  basal  of  the  same  Z;  then  we 
have  for  the  values  of  the  other  axes  a  and  c  : 

or=cot  y=tan  Z.  c=tan  X. 
Further,  X=i-i  a  /— 90= ;    F=  0  a  1-1—90° ;  Z=i-i  a  1-^—90°. 

20.  The  planes  1  on  the  eight  angles  are  planes  of  an  octahedron,  having  for  the 
axes  a,  6,  c,  the  ratio  la  :  lb  :  Ic.  It  is  therefore  the  unit  or  fundamental  octahe- 
dron (1).  Its  pyramidal  edges,  if  the  octahedron  were  completed  (as  in  f.  55,  p.  20), 
would  be  of  tw^)  kinds,  two  at  each  extremity  opposite  to  the  axis  c,  the  longer 
lateral  axis,  and  two  opposite  to  6,  the  shorter  lateral  axis.  The  former  is  the 
macrodiagonal  edge,  the  latter  the  brachy diagonal. 

21.  By  doubling  the  length  of  the  vertical  axis,  the  lateral  being  fixed,  we  form 
the  octahedron  2  ;  by  trebling  it,  the  octahedron  3  ;  by  halving  it,  the  octahedron 
^ ;  and  so  for  the  domes,  doubling  the  vertical  axis  we  have  the  dome  2-i  or  2-1 ;  hy 
halving  the  same,  the  dome  or  and  so  on.  The  letter  as  before  explained, 
stands  for  infinity,  and  means  that  the  plane  is  parallel  to  one  of  the  axes ;  ^,  that  it 
is  parallel  to  the  longer  lateral  axis ;  ^,  that  it  is  parallel  to  the  shorter  lateral  axis , 
i  or  /  alone,  or  as  the  initial  letter  in  a  symbol,  signifies  that  the  plane  is  parallel  to 
the  vertical  axis.  A  plane  i-i  is  parallel  both  to  the  vertical  and  longer  lateral ;  i-i, 
both  to  the  vertical  and  shorter  lateral. 

22.  The  octahedrons  alluded  to  above  have  for  the  axes  6,  c,  the  ratio  Ih  :  Ic, 
and  belong  to  what  is  called  the  fundamental  series.  But  others  may  exist  with 
difterent  ratios  for  6  and  c,  and  any  value  for  a.  If  the  ratio  for  6,  c,  is  Ih  '.  2c, 
then,  as  c  is  the  longer  lateral  axis,  if  the  vertical  axis  is  la,  the  octahedron  is  1-2 ; 
or  if  the  vertical  axis  is  3a,  the  plane  is  3-2  ;  or  if  it  is  |-2.  So  for  the  ratio 
36  :  lc\  if  the  vertical  axis  is  la,  the  octahedron  is  1-3;  or  if  2a,  it  is  2-3;  and 
if  the  vertical  axis  is  infinite,  the  plane  is  parallel  to  the  vertical  axis,  and  the  sym- 
bol is  The  first  figure  or  letter  in  these  symbols  always  refers  to  the  vertical 
axis,  and  the  second  to  one  of  the  lateral  axes. 

23.  The  planes  may  thus  be  viewed  as  lying  in  vertical  zones^  a  different  zone  for 
every  ratio  of  the  lateral  axes  6  :  c.  Each  series,  or  zone,  terminates  above  in  the 
basal  plane  of  the  prism,  for  which  a=0,  and  below  in  a  vertical  prism,  for  which  a 
is  infinite.  By  taking  the  planes  w,  i-i^  successively,  for  the  basal  plane  0,  there 
may  be  similar  series  of  zones  for  each.  The  planes  of  a  zone  have  their  mutual 
intersections  parallel  to  one  another;  and  wherever  a  series  of  planes  exists  having 
such  parallel  intersections,  the  series  is  called  a  zone. 

The  small  tables  inserted  in  connection  with  the  crystalline  forms  of  some  of  the 
species  of  this  and  other  systems  of  crystallization  (pp.  27,  35,  338)  consist  of  the 
vertical  zones  of  occurring  planes.  The  planes  of  a  vertical  zone  have  mutual  hori- 
zontal intersections  in  the  crystal.  Consequently  in  a  crystal  not  oblique  the  inclina- 
tion of  the  basal  plane,  0,  on  any  plane  in  a  zone,  subtracted  from  270',  gives  the 
inclination  of  the  prismatic  plane  of  the  same  zone  on  that  plane,  and  the  tangents 
of  the  supplemental  angles  of  0  on  the  planes  of  a  zone  vary  as  the  coefficient  of 
the  vertical  axis  for  each  plane.  Thus,  suppose  there  are  the  planes  l-l,  '2-1,  3-1, 
take  the  supplement  of  Oa1-i  (which,  if  0'\l-i  is  124°,  equals  180°— 124  =56^)  j 
then  the  tangent  of  this  angle,  doubled^  will  be  the  tangent  of  the  supplement  of 
0   2-1,  and  trebled,  of  the  supplement  of  the  angle  of  0  a  3-1.    The  same  for  the 
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planes  1,  2,  3,  or  1-5,  2-5,  3-2,  and  so  on  ;  and  if  i  i  be  made  tlio  base,  thou  in  the  same 
manner  the  angles  maybe  calculated  for  similar  zones  of  planes  terminating  in  i-i ;  oi 
if  i-i  be  made  the  base,  for  zones  of  planes  terminating  similarly  in  i  i.  So  if  ffie 
angles  are  given,  the  relations  of  the  axes  may  be  calculated  by  reversing  the  process 
24.  Making  tlie  brachy diagonal  6=unity  : 

a=tan.  snppl.  0  ^  1  i ;  and  calling  the  angle  I  I,  over  i-I,  X : 
c==tan  ^X. 

E.  Monod'mic  System.  (Also  called  Hemiprismatic,  Clinorhombic,  Monoclinohe- 
dral,  Zwei-und-eingliederige.)  25.  In  this  system  two  of  the  axial  intersections  are 
rectangular,  and  one  is  oblique.  In  other  words,  the  lateral  axes  are  at  right  angles  to 
one  another  ;  but  one  is  oblique  to  the  vertical  axis,  and  the  other  at  right  anghjs  to  it. 

26.  If  figure  E  on  page  xxv  be  taken  as  representing  a  monocliiiic  form  in  its 
usual  position,  then  a  will  be  the  vertical  axis  ;  h  the  inclined  lateral,  called  the  cUno- 
diafjonal\  c  the  other  lateral,  called  the  orthodiar/onal.  The  angle  a  or  the 
inclination  of  the  vertical  axis,  is  called  the  angle  C. 

27.  The  section  of  the  crystal  in  which  6,  the  cliuodiagonal,  and  a  lie  is  the  cUno- 
diagonal  section  ;  and  that  in  which  c  and  a  lie  is  the  orthodidf/onnl  sccfion.  The 
vertical  plane  i-'i,  of  f.  E,  is  parallel  to  the  orthodiagonal  sectii)n,  and  is  lctt*_'rcd  simply 

1-  i ;  and  the  plane  i-i,  of  the  same  figure,  is  parallel  to  the  clinodia^-onal  so  'tion,  and 
is  lettered /-L  The  angle  0  i-i=^C,  ov  the  inclination  of  the  verticjil  axis;  while 
0    i-i—90  \,  and  i-i /\  i-i=90' .    The  cliuodiagonal  section  is  the  phme  of  symmetry. 

28.  The  domes  having  the  planes  parallel  to  the  cliuodiagonal  are  called  clinodomes, 
and  are  lettered  with  an  accent  over  the  i,  thus,  l-i  (1-1  in  f.  E),  2-^. 

29.  The  domes  parallel  to  the  orthodiagonal  are  hemidomes,  the  planes  in  front  at 
top  being  unlike  in  inclination  those  in  front  below,  each  being  a  hemidome  ;  one 
series  is  opposite  the  acute  intersection  of  the  axes,  and  is  the  plus  series,  lettered  1-?, 

2-  z,  etc. ;  the  other  is  opposite  the  obtuse,  and  is  lettered  -l-i,  -2-z,  etc. 

30.  The  octahedral  planes  are  all  hemioctahedral,  and  +  and  —  are  used  in  the 
symbols  in  the  same  manner  as  in  the  symbols  of  the  hemidomes.  Thus  in  fig.  E, 
if  the  angle  between  the  upper  0  and  the  front  plane  i-i  is  obtuse,  then  the  upper 
planes  1,  1,  in  front  would  be  -1,  -1,  and  the  corresponding  planes  below,  -f-1,  +1, 
written  usually  1,  1. 

31.  If  the  cliuodiagonal  6=1  ;  half  the  front  angle  of  the  prism  /  (over  i-i)  be 
called  X,  half  the  summit  angle  of  the  clinodome  l-i,  X' ;  the  supplement  of  i-i'^  l-i 
{z=zO '\\-i — (7)  be  called  and  supplement  of  0  be  v;  and  C  be  used  as 
above  explained ;  then, 

c=sin  C  tan  X.      a=c-^  sin  C  tan  X'=sin  v  -r  sin  |u.=sin  ( C — \C)  —  sin  fx. 

F.  Triclinic  System,  (Also  called  Doubly  Oblique,  Tetartoprismatic,  Anorthic,  Ein- 
und-emgliederige.)  32.  The  three  axes  are  unequal,  and  obliquely  and  unequally 
inclined.  Angles  of  90°  and  135°  are  not  met  with  in  Triclinic  crystals.  Examples, 
figures  on  pp.  297,  338,  349. 

33.  The  cry  stall  ographic  symbols  used  in  this  work  are  essentially  those  of  Nau- 
mann,  the  author  of  the  system  of  crystallography  which  is  foUow^ed.  The  only  dif- 
ference is  that  ^,  the  initial  of  infinity,  is  substituted  for  the  symbol  oo,  and  the  P  is 
dropped,  it  being  in  almost  all  cases  unessential.  Thus,  P,  2P,  4P2,  ooPoo , 
ooP,  ooP2,  3p2,  of  Naumann,  are  P  or  1,  2,  4-2,  i-i,  i  (or  /),  i-2,  3-2,  of  this  work. 
And  in  the  rhom  bohedral  section  of  the  hexagonal  system,  for  P,  2P,  3P,  P",  2P\ 
of  Xaumann,  are  here  written,  P,  2,  3,  1^,  2l  Moreover  0  or  o  is  written  for  the 
basal  plane.  The  distinction  of  capital  or  small  letter  in  the  symbols  is  mathemati- 
cally of  no  importance. 

34.  In  the  orthorhombic  system  the  shorter  lateral  axis  is  made  the  unit  in  this 
work.    The  axes  are  lettered  a,  b,  c,  in  difi'erent  systems,  except  in  that  of  Miller  (or 
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properly  Whewell's),  who  uses  the  letters  A,  ^,  as  "  indices  "  referring  to  the  axes, 
in  the  order  here  written  : 

Vertical.  Brachy  diagonal.  Macrodi  agonal. 

In  this  work                           a  h  c 

In  Xaumann                           a  c  h 

In  Weiss  and  Rose                 c  a  h 

lu  Miller                               k  I  h 

For  the  tetragonal  system  the  axes  are  the  same,  except  that  h=c.  In  the  mono- 
clinic  : 

YerticaL  ClinodiagonaL  Ortliodiagonal. 

Naumann  and  this  work  a  h  c 

Weiss  and  Rose  c  a  b 

Miller  k  I  k 

The  following  are  convenient  simple  rules  for  use  in  connection  with  crystallo- 
graphic  measurements  and  calculations  : 

35.  If  a  plane,  replaces  the  edge  between  any  other  two,  s,  t,  making  parallel 
intersections,  the  sum  of  the  angles  between  p  and  the  two  planes  s,  t,  equals  180 
plus  the  inclination  of  s  on  t.  If  the  planes  s,  meet  at  90°,  the  sum  of  these 
angles  equals  180°-f- 90°=270° ;  and  if  the  angles  are  equal,  each  is  135";  if  the 
planes  s,  t,  meet  at  110%  the  sum  of  the  two  angles  equals  180'  +  110'=290° ;  and 
if  one  is  130°,  the  other  will  be  160% 

36.  On  p.  xxvi,  the  relation  between  the  symbols  and.  the  tangents  of  the  inclina- 
tions of  planes  lying  in  zones  between  rectangular  axes  (which  zones  can  be  made  to 
be  vertical  zones  in  one  position  or  another  of  the  crystal)  is  pointed  out.  The  same 
method  holds  for  ail  vertical  zones  in  the  tetragonal  system,  and  for  those  that  be- 
come vertical  on  putting  the  crystal  on  its  plane  i-i ;  also  for  all  the  zones  which  are 
made  vertical  by  placing  a  monoclinic  prism  on  its  face  i-i^  that  is  the  zone  of  clino- 
domes,  the  zone  of  vertical  prisms,  and  all  zones,  then  vertical,  of  hemioctahedrons ; 
also  for  all  the  vertical  zones  of  the  hexagonal  prism,  and  hence  for  the  zone  of  rhom- 
bohedrons  of  any  species,  or  vertical  zones  of  scalenohedral  planes. 

37.  For  the  transfer  of  h  I  k  of  Miller's  system  into  the  system  of  this  work,  take 
the  reciprocals.  Thus  if  symbol  is  212,  the  reciprocals  are  ^,  1,  the  last  ^  refer- 
ring to  the  vertical  axis.  As  the  relation  of  the  lateral  axes  shoald  be  in  whole 
numbers,  double  the  whole  and  it  gives  1:2:1;  w^hence  the  plane  is  that  which 
would  be  here  designated  1-2.  So  1  :  1  :  3  becomes  1:1:-^,  whence  the  symbo 
J ;  or  315  becomes  ^,  1,  |,  or  1,3,^;  whence  |--3  ;  and  in  the  orthorhombic  system 
the  3  in  i-3  would  have  the  short  mark,  or  be  w^ritten  |-g  ;  while  135  would  give 
the  symbol  |-3. 

38.  In  hexagonal  forms  the  change  is  less  simple,  and  the  method  for  it  is  hardly 
intelligible  to  one  not  knowing  something  of  both  systems.  The  axes  of  Miller,  in- 
stead of  being  those  of  fig.  A,  p.  xxv,  are  lines  drawn  through  the  centre  normal  to  (that 
is,  at  right  angles  to)  the  alternate  faces  of  the  pyramid  ;  they  are  therefore  three  in 
number^  and  the  planes  are  thus  referred  to  axes  parallel  to  the  rhombohedral  edge. 
The  planes  in  fig.  A,  according  to  Nauraann's  system,  are  all  of  one  kind  in  the 
hexagonal  section  of  the  hexagonal  system,  but  of  two  kinds,  and  -R  (or  1  and  -1) 
in  the  rhombohedral  section.  In  Miller's  system  they  are  of  two  kinds  in  both  sec- 
tions, the  distinction  between  tiie  two  sections  not  being  entertained. 

The  axes  a,  b,  c,  of  any  plane  in  the  hexagonal  system  of  Naumann,  have  the  fol- 
lowing values  in  terms  oi  hk  I  oi  Miller  :* 


*  Furnished  the  author  for  this  place  by  Prof.  J.  P.  Cooke,  of  Harvard. 
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-       ^      \  /3(l  +  2cos7)   1_   1_ 

""-J^kTl^    2(1— cos  7)  ^-l—k  '-l—h 

But  in  using  these  equations  strict  attention  must  be  paid  to  the  signs,  as  is  illus- 
tiated  in  the  examples  below.  The  angle  y  is  the  angle  between  the  axes  in  Miller's 
svstem,  which  equals  the  facial  angle  of  the  rhomb  face  at  the  vertex  of  the  rhombo- 
hedron  H. 

The  equations  give  the  true  ratios  of  Naumann's  axes  ;  but  these  ratios  often  have 
to  be  reduced  to  whole  numbers,  or  otherwise  modified,  to  obtain  precisely  the  values 
used  in  Naumann's  symbol.  The  second  member  in  the  equation  for  a  gives  the 
length  of  the  axis  ma  in  any  form  ;  the  Jirst  member  in  it  is  all  that  is  required  for 
the  value  of  m  in  the  symbol,  while  the  second  is  the  value  of  a. 

The  following  are  some  examples : 

In  f.  564  (p.  672),  plane  A',  which  is  100  of  Miller,  gives,  on  substituting  the  values  of  hk  I,  and 
working  tlie  equations,  a  ib  :  c=]  :i  (infinity)  :  -1.  The  parameters  of  the  plane  in  Naumann's 
system  for  the  vertical  and  three  lateral  axes  are  1  :  1  :  1  :  z. 

"  The  plane  i,  to  the  right,  is  2TT  of  Miller ;  whence  a  :  h  :  c=i  :  i  :  -3,  which,  since  a  and  b  are 
each  infinity,  is  equivalent  to  i  :  i  :  -\. 

The  plane  to  the  right,  is  IT  1  of  Miller;  whence  a  :  b  :  c=l  :  i  :  i=2  :  1  :  i ;  the  Nau- 
maun  ratio  for  this  plane  is  2  :  1  :  1  :  i 

Plane  -|  is  ;S32  of  Miller;  whence  a  :  b  :  c=l  :  j  :  -h=4  '  -1  :  -1- 

The  left  upper  plane  1^  is  20T  in  Miller;  whence  a  :  b  :  c=l  :  -1  :  -l=o  :  -3  :  -1,  giving  the  ^ 
Nauraann  symbol  3-3,  from  which  comes  its  equivalent  scalenohedral  symbol  1^. 

The  left  upper  plane     is  Miller's  3Iii ;  whence  a  :  b  :  c=i  :  -1  :  -J-=f  :  -3  :  -1 ;  giving  the 
Naumann  symbol  f-3,  and  its  equivalent  ^^ 

The  right  upper  of  the  two  adjoining  planes,  in  f.  564,  is  301  of  Miller;  whence  a  :  b  :  c= 
i  :  I  :  -4-.  This  is  apparently  a  different  result  from  the  last.  But  calculating  the  length  of  the 
fourth  of  Naumann's  parameters,  it  gives  h=zn-i-{7i—\)=^-i-{-^  —  ])=^.  from  which  it  follows 
that  the  parameters  of  the  plane  are  J  :  1  :  :  -i;  and  on  calculating  the  fourth  parameter  in 
the  preceding,    would  be  obtained,  proving  that  both  are  really  the  same  plane. 


5.  Nomenclature. 

1.  The  termination  ites  or  itis  (the  original  of  ite)  was  used,  according  to  system, 
among  the  Greeks,  and  from  them  among  the  Romans,  in  the  names  of  stones,  it 
being  one  of  the  regular  Greek  suffixes.  It  was  added  (as  ite  in  these  recent  limes) 
to  the  word  signifying  a  quality/,  constituent,  use,  or  locality  of  the  stone. 

Some  of  the  examples  are:  Hoematites,  from  the  red  color  of  the  powder 
Chloritis,  from,  the  green  color;  Steatites,  from  the  greasy  feel;  Dendrltis,  from  a 
resemblance  to  a  tree  or  branch  ;  Alabastritis,  for  the  stone  out  of  which  a  vase 
called  an  alahastron  was  made;  Basanites,  from  the  word  for  touchstone;  SideriteSy 
from  the  word  for  iron;  Argyritis,  from  the  Greek  for  silver;  Syenitis,  from  the 
locality,  Syene  in  Egypt ;  Memi^hitis,  for  a  marble  from  Memphis  in  Egypt. 

2.  The  only  modern  kind  of  name  not  in  vogue  in  Pliny's  time  is  that  after  persons. 

Werner  appears  to  have  been  the  first  to  introduce  personal  names  into  mineralogy.  The 
earliest  example,  as  for  as  ascertained,  was  his  naming  what  von  Born  had  called  Grten  Mica 
(Mica  viridis),  Torberite,  after  its  investigator,  the  chemist  Torber  Bergmann  (more  correctly  written 
Torbernite  by  some  mineralogists  of  last  century,  as  Bergmann  wrote  his  name  in  Latin,  the 
language  of  his  scientific  works.  Torbernus  Bergmaim).  The  name  encountered  objections  ;  and 
Werner,  in  view  of  Bergmann's  announcement  (after  some  incorrect  trials)  that  the  mineral  was 
a  copper  ore,  substituted  in  17  89  the  name  Chalcolite.  He,  however,  immediately  afterward  (early 
in  1790)  showed  that  he  saw  nothing  bad  in  the  style  of  name  by  designating  other  new  species 
Prehnite  and  Wiiherite,  the  former  after  Col.  Prehn,  the  discoverer,  and  the  latter  after  Dr. 
"Withering,  the  discoverer  and  analyst  of  the  species.  The  same  year  Estner,  a  mineralogist  of 
Vienna,  issued  a  pamphlet  against  the  Werner  school,  with  the  title  ''Freymiithige  Gedankea 
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liber  Herrn  luspector  "Werner's  Yerbesserungen  in  der  Mineralog-ie,"  etc.  (64  pp.  16mo,  1T90\  ir 
which  lie  makes  hght  of  Werner's  labors  in  the  science,  and  under  the  head  of  Prthnite  ridiculed 
this  method  of  creating  a  paternity,  and  providing  the  childless  with  children  to  hand  down  their 
names  to  posterity  (p.  25).  Such  names  were,  however,  too  easily  made,  too  pleasant,  as  a 
general  thing,  to  give  and  receive,  and  withal  too  free  from  real  objection,  to  be  thus  stopped  off, 
and  they  have  since  become  numerous,  even  Vienna  contributing  her  full  share  toward  their 
multiplication. 

As  a  part  of  the  history  of  mineralogical  nomenclature,  it  may  be  here  added  that  Werner, 
when  it  was  prov^ed  that  his  chalcolite  was  an  ore  of  uranium  with  but  little  copper,  instead  of  a 
true  ore  of  copper,  dropped  the  name  entirely,  and  called  the  mineral  simply  Uraaglihimer 
(Uranium  mica);  and  Karsten,  in  his  reply  to  Abbe  Estner  (Berhn,  1793,  8(»  pp.  l2mo).  makes 
out  of  the  necessary  rejection  of  chalcolite  an  argument  against  chemical  names,  and  in  favor  of 
names  after  persons,  as  the  latter  could  never  turn  out  erroneous  in  signification. 

Werner,  in  an  article  written  in  defence  of  his  intro  lu2t:on  of  this  class  of  names  (Bergm.  J.,  i. 
103,  17  90).  mentions  the  case  of  Obsidian  (more  properly  Ohsian)  as  a  precedent  from  Pliny,  Obf  inn 
being,  as  Pliny  states,  the  reported  discoverer  of  the  substance  in  Ethiopia.  But  this  is  net 
strictly  an  example.  For  Pliny  uses  Ohsian  not  as  a  substantive,  but  as  an  adjecti\-e  ;  the  mineral 
was  not  Obsian,  but  Obsian  glass  or  Ohsian  sione;  vitrum  ohsianum^  lapis  ohsianus,  and  ohsian  a 
[vitra].  occurring  in  the  course  of  the  paragraph.  The  addition  of  the  termination  ite  to  Obsian 
would,  according  to  mineralogical  method,  make  a  name  equivalent  to  Pliny's  lapis  obsiauus. 
Names  of  persons  ending  in  an  (as  Octavian.  Tertullian)  were  common  among  the  Romans ;  and 
this  is  so  I'ar  reason  for  avoiding  the  termination  in  names  of  stones. 

Some  critics  question  the  existence  of  the  reputed  Obsius,  and  reject  Pliny's  explanation. 

3.  The  ancient  origin  of  this  termination  ite,  its  adoption  for  most  of  the  names 
in  modern  mineralogy,  it^  distinccive  character  and  convenient  application,  make  it 
evidently  the  true  basis  for  uniformity  in  the  nomenclature  of  the  science. 

4.  If  any  other  termination  in  addition  is  to  be  used,  it  should  be  so  only  under 
system ;  that  is,  it  should  be  made  characteristic  of  a  particular  natural  group  of 
species,  and  be  invariably  employed  for  the  names  in  that  group;  and  its  use 
should  not  be  a  matter  of  choice  or  fancy  with  describers  of  species. 

As  a  matter  of  fact,  several  other  terminations  are  in  use,  but  wholly  without 
reference  to  any  such  system.  The  most  common  of  them  is  ine ;  but  it  has  not 
been  employed  for  any  particular  division  of  minerals,  and  it  could  not  now  be 
so  restricted ;  it  belongs  by  adoption  and  long  usage  to  chemistry,  and  should  be 
left  to  that  science. 

5.  In  order  then  that  the  acquired  uniformity  may  be  attained,  changes  should  be 
made  in  existing  names,  when  it  can  be  done  without  great  inconvenience. 

Names  like  Quartz,  Garnet,  Gypsum,  Realgar,  Orpiment,  with  the  -names 
of  the  metals  and  gems,  which  are  part  of  general  literature,  must  remain 
unaltered.  Mica  and  Feldspar,  equally  old  with  Quartz,  have  become  the  names 
of  groups  of  minerals,  and  are  no  longer  applied  to  particular  species.  Fluor 
was  written  fluorite  last  century  by  Napione.  Blende,  although  one  of  the 
number  that  might  be  allowed  to  stand  among  the  exceptions,  has  alread}^  given 
place  with  some  mineralogists  to  Sphalerite,  a  name  proposed  by  Haidinger  (because 
blende  was  applied  also  to  other  species)  in  1845,  and  signifying  deception,  like 
Blende.  Galena  was  written  Galenite  by  von  Kobell  some  years  since.  Orthoclase, 
Loxoclase,  Oligoclase  might  be  rightly  lengthened  to  Orthoclasite,  etc.  But  the 
termination  clase  (from  the  Greek  for  fracture)  is  peculiar  to  names  of  minerals, 
and  the  abbreviated  form  in  use  may  be  allowed  to  stand  for  species  of  the  Feldspar 
group.  It  seems  better  that  it  be  avoided  elsewhere.  Many  other  examples  will 
be  found  by  the  reader  in  the  pages  of  this  volume. 

In  the  course  of  the  last  century,  when  the  science  of  minerals  was  taking  shape,  and  progress 
in  chemistry  was  helping  it  forward,  there  was  an  effort  on  one  side  to  introduce,  under  tho 
mfluence  of  Linnaeus,  the  double  names  of  Botany  and  Zoology;  and  on  the  other,  under  the 
uifluence  of  Cronstedt  and  Bergmann,  names  expressive  of  chemical  composition,  as  far  as  it  was 
ascertained  ;  and  the  two  methods  have  had  their  advocates  till  late  in  the  present  century.  But, 
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at  the  same  time,  the  ne(;essity  of  single  names  was  recognized  by  most  of  the  early  mineralo* 
gists ;  and  in  the  spirit  of  the  system  vrhich  had  made  its  appearance  among  the  Greeks  and 
Romans  out  of  the  genius  of  the  Greek  language,  they  almost  uniformly  adopted  for  the  new 
names  the  tern)mation  de. 

Thus  we  have  from  Werner  the  names  Torberite,  Chalcolite,  Graphite.  Prehnite,  Witherite,  Bora- 
cite.  Augite,  Pistacite,  Pinite.  Aragonite.  Apatite,  Leucite,  Cyanite  (Kyanite) ;  and  from  otlier  sources 
in  the  same  century,  Zeolite,  Actinolite,  Tremolite,  C'occolite.  Arendalite,  Baikalite.  Melanite, 
Staurolitc.  Lepidolite,  Cryohte,  Chiastohte,  Collyrite,  Agalmatolite,  Sommite,  Moroxite.  Pharmacol 
lite.  Stroutiauite,  Delphiuite,  Titanite,  Ceylanite,  Gadohnite,  Rubellite,  Sahlite,  Wernerite,  Scapo- 
lite.  Mellite,  etc. 

The  termination  ine  was  also  adopted  for  a  few  names,  as  Tourmaline,  Ohvine,  Mascagnine, 
Serpentine ;  and  an  m  Vesuvian ;  but  the  great  bulk  of  the  names  were  systematically  termi- 
nated in  lie. 

With  the  opening  of  the  present  century  (in  1801),  Haiiy  came  forward  with  his  great  work  on 
CrystaUography,  and  in  it  he  brought  out  a  variety  of  new  names  that  defy  aU  system,  having 
nothing  of  the  system  of  the  earlier  science,  and  no  substitute  of  his  own.  Forgetting  that  the 
unity  of  law  which  he  had  found  in  nature  should  be  a  feature  of  scientific  language,  he  gave 
to  his  names  the  fohowing  terminations : 

ane.  in  Cymophane :  ase^  in  Euclase,  Idocrase.  Anatase,  Dioptase  ;  asie,  in  Pleonaste ;  age,  in 
Diallage ;  ene.  in  Disthene.  Sphene  ;  gene^  in  Amphigene ;  ide.  in  Staurotide ;  ime.  in  Analcime ; 
0  e.  in  Amphibole  ;  ome.  in  Aplome.  Harmotome ;  ose.  in  Orthose  ;  ote,  in  Actinote,  Epidote ;  yre, 
in  Dipyre  ;  yj^t,  in  Me&otype.  And  the  true  niineralogical  termination  iie  he  admitted  only  in  the 
few  following :  Ax.imte,  Meionite.  Pycuite,  Stilbite,  Grammatite. 

Haiiy  had  commanded  so  great  and  so  general  admiration  by  his  brilliant  discoveries  in  crys- 
taUography,  and  by  the  benefits  whicli  he  had  thus  conferred  on  mineralogical  science,  that  his 
names  with  their  innovations  were  for  the  most  part  immediately  accepted  even  beyond  the  limits 
of  France,  although  a  number  of  them  were  substitutes  for  those  of  other  authors.  Some  of 
"Werner's  names  were  among  the  rejected ;  and  a  break  was  thus  occasioned  between  German 
and  French  mineralogy,  which  will  not  be  wholly  removed  until  the  rule  of  priority,  properly 
restricted,  shall  be  allowed  to  have  sway. 

The  substitutes  among  Haiiy's  names  in  the  1st  edition  of  his  Crystallography  (1801)  are  the  fol- 
lowing : 

Amphibole,  for  Hornblende  of  last  century  and  earher, 
Orthose.  for  Feldspar. 

Pyroxene,  for  Aug  ie  of  Werner,  and  Yolcanite  of  Delametherie.  [Delametherie  was  a  contem- 
porary of  Haiiy  at  Paris,  the  author  in  1792  of  an  edition  of  Mongez's  Manuel  du  Mineralogiste 
(after  Bergmann's  SciagTaphia) ;  in  1797,  of  an  ambitious  speculative  work  entitled  Theorie  de  la 
Terre,  the  first  two  volumes  of  which  consisted  of  a  Treatise  on  Mineralogy;  in  1811,  1812.  of 
Lerons  de  Mineralogie,  in  2  vols.,  and  for  a  number  of  years  principal  editor  of  the  Journal  de  Phy- 
sique. He  gave  offence  to  Haiiy  by. some  of  his  early  pubhcations.  Haiiy's  mineral  Euclase  is 
described  in  full  by  Delametherie  in  the  Journal  de  Physique  for  1792  (some  years  in  advance  of 
Haiiy's  description  of  it),  without  crediting  the  name  or  anything  else  to  Haiiy;  but  five  years 
later,  in  his  Thiorie  de  la  Terre,  he  inserts  the  species  with  full  credit  to  Haiiy.] 

Cymophane.  for  Chrysoheryl  of  Werner. 

Idocrase,  for  Vesuvian  of  Werner. 

Pleonaste.  for  Ceylanite  of  Delametherie, 

Disthene,  for  Cyamte  of  Werner. 

Anatase,  for  OctaJiednte  of  de  Saussure,  and  Oisanite  of  Delametherie. 
Sphene.  for  Titanite  of  Klaprotli. 
Xepheline,  for  Sommite  of  Delametherie, 
Triphane,  for  Spodumene  of  d'Andrada. 
Amphigene.  for  Leucite  of  Werner. 

Actinote,  for  Actinolite  of  Kirwan.  and  ZUlerthite  of  Delametherie. 

Epidote,  for  ThaUite  of  Delametherie,  Belphinite  of  de  Saussure,  and  ArendaJHe  of  Karsten 
Axiuite,  for  llano  ite  of  Delametherie. 
Harmotome,  for  Andrto  ne  of  Delametherie. 
Grammatite,  for  Tremoliie  of  Pini. 

Staurotide,  for  Staurolite  of  Delametherie,  and  Grenatite  of  de  Saussure. 
And.  later,  Paranthine,  for  Scapolite  of  d'Andrada,  and  EapidoUte  of  Abildgaard, 
Part  of  the  changes  were  made  with  good  reason  ;  but  others  were  wholly  unnecessary, 
Haiiy  was  opposed  to  names  from  localities,  and  hence  several  of  the  displacements.  He  objected 
also  to  names  based  on  variable  characters,  and  characters  not  confined  to  the  species.  Moreover, 
as  his  pupil,  Lucas,  observes  (in  giving  reasons  for  rejecting  the  name  Scapolite  and  substituting 
ParaniMrie\  "  le  vice  du  mot  lite,  qui  s'applique  a  toutes  les  pierres,  ne  pouvoient  plus  couvenii 
a  cette  substance  du  moment  ou  elle  seroit  reconnue  pour  un  espece."    Haiiy's  own  names  are 
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remarkable,  in  general,  for  their  indefluiteness  of  signification,  which  makes  them  etyraologicallj 
nearly  as  good  for  one  mineral  as  another,  and  very  bad  for  almost  none ;  as.  for  example,  Diol' 
iage,  which  is  from  the  Greek  for  difference;  Analcime,  from  iveakness  in  Greek;  Orihose,  from 
straight  m  Greek;  Ep'dote.  from  increase  in  Greek;  Anatase,  from  erection  in  Greek,  interpreted 
by  him  as  equivalent  to  length-,  Idocrase,  from  I  see  mixture  in  Greek,  etc.  His  name  Pyroxene, 
which  he  defines  hote  ou  t'tranger  dans  le  domaine  du  feu,  is  an  unfortunate  exception,  as  olteu 
remarked,  the  mineral  being  the  most  common  and  universal  constituent  of  igneous  rocks. 

Beudant  succeeded  Ilaiiy,  and  had  the  same  want  of  system  in  his  ideas  of  nomenclature.  Find- 
ing occasion  (o  name  various  mineral  species  which  till  then  had  only  chemical  names,  he  adopted 
Hai'.y's  m'ethod  of  miscellaneous  terminations,  but  indulged  in  it  with  less  taste  and  judgment, 
and  with  little  knowledge  of  the  rules  of  etymology.  Tu  his  work  we  find  the  termination  ese,  in 
Apherese,  Aphanese,  Neoctese,  Acerdese,  Mimetese ;  ise.  in  Leberkise,  Sperkise.  Harkise  (only 
German  words  Gallicized) ;  Melaconise,  Zinconise,  Crocoise,  Stibiconise,  Uraconise ;  vse,  in  Argy- 
rose,  Argyrythrose,  Psaturose,  Aphthalose,  Rhodalose,  Siderose,  Elasmose,  Exanthalose,  Cyanose, 
iVlehnose,  Disomose  ;  ase,  in  Neoptase,  Discrase ;  ime,  in  Ypoleime  ;  ele,  in  Exitele  ;  while  names 
ending  in  ine  are  greatly  multiplied. 

In  (xermany,  the  tendency  has  always  been  to  uniformity  through  the  adoption  of  the  termina- 
tion ite.  Breithaupt  has  been  somewhat  lawless,  giving  the  science  his  Plinian,  Alumian,  Sardi- 
nian, Asbolan,  etc.;  his  Castor  and  Pollux;  Glaucodot,  Homichlin,  Orthoclase.  Xanthocon,  etc.; 
still,  far  the  larger  part  of  his  numerous  names  are  rightly  terminated.  Haidiuger's  many  names 
are  always  right  and  good. 

6.  In  formino-  names  from  the  Greek  or  Latin  the  termination  ite  is  added  to  the 
genitive  form  after  dropping  the  vowel  or  vowels  of  the  last  syllable,  and  any  follow- 
ing letters.  Thus,  .as/vaj  makes  {melanos)  in  the  genitive,  and  gives  the  name 
melanite.    The  Greek  language  is  the  most  approved  source  of  names. 

7.  In  compounding  Greek  words  the  same  elision  of  the  Greek  genitive  is  made 
for  the  first  word  in  the  compound,  provided  the  second  word  begins  with  a  vowel ; 
if  not,  the  letter  o  is  inserted.  Thus,  from  Trvp,  genitive  crupog  (puros)^  and  'pJ.j 
(ortkos),  comes  pyrorthite  ;  and  from  the  same  and  fs'voc  [xenos)  comes  pyroxene. 

8.  The  liberty  is- sometimes  taken  in  the  case  of  long  compounds  to  drop  a  sylla- 
ble, and  when  done  with  judgment  it  is  not  objectionable  ;  thus  melaconite  has  been 
accepted  in  place  of  melanoconite.  But  magnoferrite  (as  if  from  the  Latin  nicu/nus, 
great,  and  ferrum,  iron),  for  a  compound  of  magnesia  andiron,  ov  calcimaiigite  ioY  owq 
containing  lime  and  manganese,  are  bad. 

9.  In  the  transfer  of  Greek  words  into  Latin  or  English,  the  x  {k)  becomes  c,  and 
the  u  {u)  becomes  y. 

10.  In  the  formation  of  the  names  of  minerals,  the  addition  of  the  termination  ite 
to  proper  names  in  modern  languages  (names  of  places,  persons,  etc.),  or  names  of 
characteristic  chemical  constituents,  is  allowable  ;  but  making  this  or  any  other  sylla- 
ble a  suffix  to  coramon  words  in  such  languages  is  barbarous. 

11.  Names  made  half  of  Greek  and  half  Latin  are  objectionable;  but  names  that 
are  half  of  Greek  or  Latin  and  half  of  a  modern  language  are  intolerable. 

12.  Law  of  Priority.  The  law  of  priority  has  the  same  claim  to  recognition  in 
mineralogy  as  in  the  other  natural  sciences.  Its  purpose  is  primarily  to  secure  the 
stability,  purity,  and  perfection  of  science,  and  not  to  insure  credit  to  authors. 

13.  ^Limitations  of  the  Law  of  Priority.  The  following  are  cases  in  which  a  name 
having  priority  may  properly  be  set  aside : 

a.  When  the  name  is  identical  with  the  accepted  name  of  another  mineral  ot 
earlier  date. 

h.  When  it  is  glaringly  false  in  signification  ;  as  \vhen  a  red  mineral  is  declared  in 
its  name  to  be  black  ;  e.  g.,  Melanochroite  (p.  630) ;  or  when  a  honey-yellow  mine- 
ral is  made  to  be  ashen ;  e.  g.,  Melinophane  (p.  263). 

c.  When  it  is  put  forth  without  a  description. 

d.  When  published  with  a  description  so  incorrect  that  a  recognition  of  the  mine- 
ral by  means  of  it  is  impossible ;  and  in  consequence,  and  because  also  of  the  rarity 
of  specimens,  the  same  species  is  described  under  another  name  without  the 
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describer's  knowledge  of  the  mineral  bearing  the  former  name.  When,  on  the  con- 
trary, a  badly  described  but  well-known  old  mineral  is  redescribed  correctly,  there 
is  no  propriety  in  the  new  describer  changing  the  old  name. 

Accordinfz;  to  this  canon  it  might  seem  right  that  the  name  Emerylite  should  have  been  substi- 
tuted for  Margariie  (p.  506).  Yet  raargarite,  though  incorrectly  described,  was  a  species  well 
known  in  cabinets,  and  Dr.  Smith  manifested  his  appreciation  of  the  true  interests  of  science— 
the  end  of  all  canons — in  adopting  the  old  name  so  soon  as  he  had  ascertained  by  further  research 
the  identity  of  his  species  with  margarite. 

e.  AVhen  the  name  is  based  on  an  uncharacteristic  variety  of  the  species.  Thu? 
Sagenite  was  properly  set  aside  for  Rut'de  (p.  159). 

/.  When  the  name  is  based  upon  a  variety  so  important  that  the  variety  is  best 
left  to  retain  its  original  name  ;  particularly  where  this  and  other  vaiieties  of  the 
species,  introduced  originally  as  separate  species,  are  afterwards  shown  by  investiga. 
tion  to  belong'  to  a  common  species.  Thus,  the  earlier  name  Augite  is  properly 
retained  as  the  name  of  a  variety,  and  Haiiy's  later  name  Pyroxene  accepted  for 
the  group,  as  explained  on  p.  214. 

g.  When  a  name  becomes  the  designation  of  a  group  of  species  :  as  Mica,  Chlorit'e, 

h.  When  the  name  is  badly  formed,  or  the  parts  are  badly  put  together :  as  when, 
the  terminal  s  of  a  Greek  word  is  retained  in  the  derivative ;  e.  g.,  cqjhanese  from 
6(py.^r,c.  \  Melaconise  from  the  Greek  for  hlack  and  xrivij ;  Rhodalose  from  the  Greek 
for  rose-colored  and  a  vo?  (halos),  the  genitive  of  aXc,  salt.  The  last  word  is  bad 
not  only  in  termination  but  in  wanting  an  h  before  the  a,  and  strictly  an  o  after  the 
d.  Also  Siderose  (spathic  iron),  Argyrose  (silver  glance),  Chalcosine  (copper  glance), 
from,  respectively,  (TiJyjpoj,  apyjpoj,  ^(^aXxoj.  The  ancient  Greeks  showed  us  how  the 
derivatives  from  these  w^ords  should  terminate  by  writing  them  Sideritis.  Argy- 
ritis,  Chalcitis. 

Ignorance  or  carelessness  should  not  be  allowed  to  give  perpetuity  to  its  blunders 
under  any  law  of  priority. 

i.  When  a  name  is  intolerable  for  the  reasons  mentioned  in  §§  10,  11,  as  Harkise, . 
from  the  German  Haarkies  (hair  pyrites);  Kupaphrite,  from  the  German  Kiq^fer- 
schaum  ;  Bleinierite,  from  the  German  Blei-Niere, 

j.  When  a  name  has  been  lost  sight  of  and  has  found  no  one  to  assert  its  claim 
for  a  period  of  more  than  fifty  years  ;  especially  if  the  later  name  adopted  for  the 
species  has  become  intimately  incorporated  with  the  structure  of  the  science,  or 
with  the  nomenclature  of  rocks.  Thus,  although  Thallite  and  Delphinite  ante- 
date Epidote,  it  is  not  for  the  good  of  science  that  Epidote  should  be  thrown  aside. 
But  where  a  name  has  not  this  importance,  and  is  unexceptionable,  the  law  of 
priority  may  be  allowed  to  havc^  its  course. 

The  riglit  to  recognition,  under  this  canon,  where  the  names  are  those  of  the  original  describer 
of  the  species,  is  strong.  But  with  regard  to  names  introduced  for  well-known  old  species  to 
replace  earlier  chemical  or  provincial  names,  the  claim  is  feebler;  and  if  the  names  are  not  strictly 
accordino'  to  rule,  or  are  unsatisfactory  in  mode  of  publication,  Xhey  may  be  more  freely  modified, 
abbreviated  if  desirable,  or  rejected  altogether.  Prof.  Chapman's  "Practical  Mineralogy,"  pub- 
lished in  England  in  1848,  affords  examples  of  the  latter  kind,  and  has  occasioned  some  embar- 
rassment. The  work  was  by  on  author  at  that  time  unknown  in  the  science  (the  preface  says, 
an  engineer,  a«id  a  very  young  man  ") ;  it  was  small,  of  limited  circulation,  and  practical  in  its 
object,  and  therefore  one  in  which  new  names  for  old  species  would  not  naturally  be  looked  for.  In 
'S4^5,  Haidinger,  then  already  a  veteran  in  the  science,  the  author  of  sever;  1  works  on  mineralogy, 

1  of  numerous  researches  in  its  various  departments,  issued  his  "  Ilandbuch,"  in  which  also  a 
number  of  old  species  were  provided  with  mineralogical  names.  Through  Chapman's  pul>lication, 
Haidinger's  Bredhmpide  is  anticipated  two  years  by  Chapman's  Ilartinar.nite;  his  Freies'eben/te, 
hy  the  latter^  s  Donacargyrde ;  his  CAroz/^Ye,  by  the  latter's  Chromojhrrde  ;  lAs  Cuprile^hj  Ruber  Ue; 
and  so  on.  Chapman's  names  have  ever  since  remained  imknown  or  forgo!  ten;  while  Haidinger's 
have  liad  general  acceptance  among  the  mineralogists  of  Europe,  and  are  now  the  current  names. 
It  has  seemed  that,  after  so  long  a  period  of  oblivion,  it  would  be  doing  i  o  good  tc  science  to  dis- 
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place  the  latter,  and  a  useless  endeavor  to  attempt  it.  The  later  English  Mineralogies  of  Xicoll 
(1849),  Brooke  &  Miller  (1852),  and  Greg  &  Lettsom  (185-^),  contain  noac  of  Chapman's  names. 

k.  AYhcre  the  adopted  system  of  iiomeiiclature  in  the  science  is  not  conformed 
to.  In  accordance  with  this  last  principle,  the  author,  believing  that  the  system 
demands  that  the  names  of  species  should  have  as  far  as  possible,  as  above  explained, 
the  common  termination  ite,  has  changed,  accordingly,  a  number  of  the  names  in 
the  course  of  this  volume. 

14.  It  has  appeared  desirable  that  the  names  of  rocks  should  have  some  difference 
of  form  from  those  of  minerals.  To  secure  this  end,  the  author  has  written  the 
final  syllable  ite  of  such  names  with  ay;  thus  Diorite,  Eurite,  Tonalite,  etc.,  are 
written  Dioryte,  Euryte^  Tonalyte.  The  y  is  already  in  the  name  Trachyte.  The 
author  has  allowed  (granite  and  Syenite  to  remain  as  they  are  ordinarily  written, 
since  they  are  familiar  names  in  common  as  well  as  in  scientific  literature. 

See  further,  on  Nomenclature,  the  excellent  Mineral-Namen  of  v.  Kobell. 

6.  Bibliography. 

Tlie  following  catalogue  contains  the  titles  of  the  works  which  are  referred  to  in 
the  following  pages,  with  their  abbreviated  titles.  As  the  value  of  these  references, 
and  of  the  various  historical  conclusions  deduced,  depends  on  their  having  been 
derived  from  the  original  publications  themselves,  the  abbreviated  titles  of  the  Jour- 
nals and  other  works  which  the  author  has  had  by  him  for  consultation  are  put  in 
black  letter;  while  the  rest,  that  is  of  those  he  has  not  seen,  are  in  small  capitals. 
Some  titles  also  are  added  of  works  consulted,  but  not  referred  to.  Many  other 
titles  might  have  been  inserted,  a  considerable  number  from  the  author's  library ; 
but  they  would  swell  the  list  without  increasing  much  its  value. 

The  abbreviations  of  the  more  important  words  in  the  abbreviated  titles,  and  of  the 
names  of  the  States  in  the  United  States  (some  of  which  are  in  the  titles  and  others 
in  the  observations  on  minerals),  are  as  follows  : 

Abbreviated  words. — Am.^  American  ;  Can.^  Canada  ;  Ch.,  Chemistry,  Chemical, 
Chemie,  Chimie ;  Fr.,  French ;  6r.,  Geological,  Geology,  Geologie,  Geologischen  ; 
Germ.,  German  ;  Journal ;  J/".,  Mines ;  Min.,  Mineralogy,  Mineralogie,  Mineralo- 
gical ;  pt.,  in  part ;  Q.,  Quarterly  ;  Sc.^  Sci.,  Science  ;  Soc,  Society  ;  ZS.,  Zeitschrift, 

Abbreviated  names  of  the  United  States. — ^^a.,  Alabama  ;  ^rA'.,  Arkansas  ;  CaL, 
California;  Ct.,  Conn.,  Connecticut;  Del.,  Delaware;  6'^o.,  Georgia ;  ///.,  Illinois  ; 
Ind.,  Indiana;  Kan.,  Kansas;  Ky.,  Kentucky  ;  Me.,  Maine;  Mass.,  Massachusetts; 
Md.,  Maryland ;  Mich.,  Michigan  ;  Minn.,  Minnesota ;  Miss.,  Mississippi ;  Mo., 
Missouri ;  N.  Car.,  North  Carolina ;  N.  H.,  K.  Hamp.,  New  Hampshire  ;  JSf.  J., 
New  Jersey;  N.  Y.,  New  York;  0.,  Ohio;  Penn.,  Pennsylvania;  R.  /.,  Rhode 
Island;  *S^.  (7a?*.,  South  Carolina ;  T^ew??.,  Tennessee ;  Fa.,  Virginia;  F^.,  Vermont. 

Other  al)breviations  are  explained  below.  The  catalogue  is  divided  into  three 
parts:  1.  Periodicals  not  issued  by  Scientific  Societies  ;  2.  Publications  of  Scientific 
Societies;  3.  Independent  works  or  publications. 

In  giving  abbreviations  of  the  publications  of  Societies,  the  name  of  the  place  lohere 
the  Society  is  established  is  in  all  cases  stated,  and,  for  the  sake  of  uniformity,  it  is 
made  the  last  w^ord  in  the  abbreviated  title,  a  method  which  it  w^ere  well  if  always 
followed.  For  the  prominent  journals,  and  the  serials  of  some  societies,  the  time 
of  publication  of  the  successive  volumes,  or  of  the  volumes  of  every  successive  five 
years,  is  stated.* 


t  A  very  useful  table,  giving  the  date  of  publication  of  each  volume  of  the  journals  here  referred 
to,  might  easily  be  constructed  from  tbe  facts  stated.    It  may  be  made  on  paper  ruled  in  squares 
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1.  Periodicals  not  issued  hy  Scientific  Societies. 

Afh.,  or  Afhandl.  Af  haiicllingar  i  Fisik,  Kerai  och  Mlneralogie,  etc.,  utgifne  af  Hisinger  & 
Berzelius.    Vol.  1,  lsO(3;  -J,  "07;  3,  '10;  4,  '15;  5,  6,  '18. 

Am.  J.  Sci.  American  Journal  of  Science  and  Arts.  1st  series,  50  vols.,  8vo ;  conducted  by  J3 
Silliman,  1818-1839  ;  with  B.  Sillinian,  Jr.,  from  1840.  Four  numbers  to  vol.  1,  and  two  tc 
subsequent  vols.  Yol.  1,  Xo.  1,  Aug.,  1818;  No.  2,  Jan.,  '19;  No.  3,  Mar.,  '  i  !i ;  Xo.  4 
June,  '19;  vol.  2,  Ap.,  Nov.,  '20:  3,  Feb..  May,  '21;  4,  Oct.,  Feb.,  '21,  '22;  5.  June.  Sept. 
'22;  (vJan.,  Mav,  '23;  7,  Nov.,  Feb.,  '23',  '24';  8,  May.  Aug.,  '21;  9,  Feb..  June,  ;  lO, 
Oct.-,  :^b.,  '25,  '26;  11,  June,  Oct.,  '20:  12,  13,  Mar.,  June,  Sept.,  Dec.  '-7;  afterward 
regularly  on  the  first  of  April,  July,  Oct.,  Jan. :  vols.  14,  15,  in  '28,  '2rs-'2'.) ;  24,  25,  in  '33, 
'33-';;4;  34,  :-!5,  in  '38,  '38-'3i» ;  tlien  regularly,  Jan.,  May,  July,  Oct.,  3f.,  37,  in '39  ;  38, 
39,  in  '40;  48,  4!>,  in  '5m  ;  50.  Index  volume. 

2d  ser.,  by  the  same  and  James  D.  Dana,  until  1865,  after  which,  by  B.  Silliman  and 
James  D.  Dana;  from  1851,  aided  by  A.  Oray  and  W.  Gibbs;  '53  to  '66,  by  L.  Agassiz ; 
from  '63,  by  O.  J.  Brash  and  S.  W.  Johnson ;  from  '64,  by  H.  A.  Newton.  2  vols  aun. : 
1,  2,  1846;  11.  12,  '51;  21,  22,  '56;  31,  32,  '61;  41,  42,  '66;  whence,  49,  50,  1870.  Au 
hadex  to  10  vols,  in  each  vols.  Id,  20,  30,  etc. 

Ann.  Ch.  Annales  de  Chemie.  8vo,  Paris,  vols.  1-3, 1789  ;  4-7.  '90  ;  8-11,  '91  ;  12-15, '92  ;  !(>- 
18,  '93;  19-24,  '97;  25-27,  '98;  28-31,  '99;  then  regularly  4  v.  ann.;  32-35,  1800;  6.- 
55,  '05;  72-75,  '10  ;  92-95,  96,  '15,  an  Index  to  vols.  31  to  60  inclusive.  Contmued  in  the 
Ann.  Ch.  Phj'S.  (q.  v.). 

Ann.  On.  Pharm.  Annalen  der  Chemie  und  Pharmacie ;  by  "Wohler  and  Liebig ;  from  vol.  7 , 
by  Wohler,  Liebig,  and  Kopp,  and  called  nevj  series.  8vo,  Leipzig  and  Heidelberg,  4  vols, 
ann.  Vol.  1-4,  1832;  13-'l6,  '35;  33-36,  '40;  53-56,  '45;  73-76,  '50;  93-96,  '55;  llo- 
116,  '60;  133-136.  '65;  153-156,  '70.  Supplementband,  1,  1861;  2,  '62,  '63;  3,  "64;  4, 
'65,  '66. 

Ann.  Ch.  Phys.  Annales  de  Chemie  et  de  Physique;  at  first  by  Gay  Lussac  et  Arago.  8vo, 
Paris;  3  vols,  an u.  ;  1-3,  1816;  16-18,  '21;  31-33,  '26;  46-48, '31;  61-6^,  '36;  73-75, 
'40.  Vols.  67-75  made  2d  ser.,  and  numbered  1-9.  3d  ser..  1-3,  '41;  16-18,  '46;  31- 
33,  '51  ;  4H-48,  '56;  61-63,  '61;  67-69,  '63.    4th  ser.,  1-3,  1864;  16-18,  '69. 

Ann.  d.  M.  Annales  des  Mines.  8vo,  Paris.  Begun  in  1816  as  sequel  to  Journal  des  Mines; 
1  vol.  a  year  until  1825,  and  subsequently  2  vols,  a  year.  Vol  1,  1816;  6,  '21:  10,  11, 
'25;  12,  13,  '26.  2d  ser.,  1.  2,  '27;  9,  10,  '31.  3d  ser.,  1,  2,  '32;  19.  20,  '41.  4th  ser.. 
1,  2,  '42;  19,  20,  '51.    5th  ser.,  1,  2,  '52  ;  19,  20,  '61.    6th  ser.,  1,  2,  '62. 

Anx.  Mus.  d'Hist.  Nat.  Annales  du  Museum  d'histoire  naturelle  par  les  Professeurs  de  cet 
etablissement,  MM.  Haiiy,  Fourcroy,  Vauquelin,  Desfontaines,  A.  L.  de  Jussieu,  GeofFroy, 
Lacepede,  etc.    4to,  Paris;  vols.  1-20,  2  a  year,  1803-1815. 

Ann.  Phil.  Annals  of  Philosophy.  2  vols,  ann.,  8vo,  Edinburgh.  1st  ser.  by  Thos.  Thomson ; 
vols.  1,  2,  1813;  11,  12,  '18;  15,  16,  '20.  2d  ser.,  vols.  1,  2,  1821;  11,  12,  '26.  Then 
merged  in  Phil.  Mag.  (q.  v.). 

B.  H.  Ztg.  Berg-  und  hiittenmannische  Zeitung.  4to,  Liepzig,  1  vol.  ann.  Begun  by  Hartmann, 
and  sometimes  called  Hartmann's  Zeitung.    Now  edited  by  B.  Kerl  and  F.  Wimmer.  Vol. 

1,  1842;  4,  '45;  9,  '50;  14,  '55;  19,  '60;  24,  '65;  29,  '7u. 

Baumg.  ZS.    Zeitschrift  f.  Physik  und  Mathematik  ;  edited  by  Baumgartner  and  Ettingshausen. 

10  vols,  8vo,  1826-1832,  Wien. 
Bergm.  J.    Bergmannisches  Journal ;  ed.  by  A.  "W.  Kohler.  12mo,  Freyberg,  Sax.  1,2,1788;  I, 

2,  '89  ;  so  to  '92;  1,  2,  '93,  by  Kohler  and  Hoffmann.  Afterward,  Neues  Bergm.  J.,  of  K. 
&  H. ;  1,  1795  ;  2,  '98  ;  3,  1802  ;  4,  '16.  Contains  papers  by  Werner,  Hoftmann,  Klaproth, 
and  much  on  mineralogy. 

Bibl.  Univ.  Bibliotheque  Universelle  do  Geneve.  Begun  in  1816.  In  1 846,  4th  series  of  36 
vols,  commenced,  and  the  scientific  part  of  the  Review  takes  the  title,  Archives  des  Sci- 
ences physiques  et  Xaturelles.    5th  series  commenced  in  1858. 

Bruce  Am.  Min.  J.  The  American  Mineralogical  Journal ;  conducted  by  Archibald  Bruce,  M.D. 
Only  1  vol.,  8vo.  Begun  Jan.,  1810  ;  No.  1,  62  pp.,  1810,  and  2,  to  p.  126,  '10;  o,  to  p. 
190,  '11  ;  4,  to  end,  p.  2';0,  '13. 

Can.  Nat.  Canadian  Naturahst  and  Geologist.  8vo,  Montreal.  Vol.  1,  1856;  5,  '61  :  8,  '63  ; 
2d  ser.,  vol  1,  '64;  2,  '65:  3,  '66. 


having  the  years  in  succession,  beginning  with  1770,  at  the  top  of  the  columns  of  squares,  the 
titles  of  the  several  journals  to  the  left,  and  the  number  of  the  volume  or  volumes  of  each  issued 
each  year  in  the  column  for  that  year.  Such  a  table  was  constructed  by  the  author,  with  refe- 
rence CO  the  preparation  of  this  edition.  It  would  be  a  vast  benefit  to  science  if  a  series  of  such 
tables,  containing  all  journals  of  importance,  and  also  the  publications  of  societies,  could  be  made 
out  and  e:igraved,  and  thus  placed  within  the  reach  of  students  in  science. 
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Can.  J.  Canadian  Journal  of  Industry,  Science,  and  Art.  Toronto,  Canada;  2d  sev.,  vol.  1, 
1856;  5,  '00;        '65;  11,  'f.6,  '67. 

Ch.  Gaz.    Chemical  Gazette,  by  W.  Francis.    8vo,  London;  1  vol.  ann.  after  vol.  1,  of  1842,  3 

Ch.  News.  Chemical  News ;  edited  by  W.  Crookes.  Sm.  4to,  London,  2  v.  ann ;  vols.  1,  2, 
1860;  11,  12,  '65;  21,  22,  '70. 

Prell's  Ann.  Chemische  Annalen ;  by  L.  Crell.  40  vols.,  12mo,  Helmstadt  u.  Liepzig  ;  vols,  num- 
bered 1,  2,  for  each  year,  from  1784  to  1803  inclusive. 

Dingier  J.  Polytechnisches  Journal ;  by  J.  G.  &  E.  M.  Dingier.  3  vols,  ann.,  8vo,  Augsburg. 
Begun  in  1820  ;  vol.  187,  in  1868. 

Dublin  Q.  J.  Sci.  DubMn  Quarterly  Journal  of  Science ;  edited  by  Rev.  S.  Haughton.  6  vols, 
Svo,  1861-66,  Dublin. 

Ed.  J.  Sci.    Edinburgh  Journal  of  Science  ;  edited  by  D.  Brewster  (often  caUed  Brewster's  J.). 

Svo,  Edinburgh,  2  vols.  anu.    1st  ser.,  vol.  1,  1824;  2,  3,  '25  ;  6,  7,  '27  ;  10,  '29.    2d  ser., 

vol.  1,  1829;  2,  3,  '30;  4,  5,  '31 ;  6,  '32.    Merged  in  PhU.  Mag. 
Ed.  Phil.  J.    Edinburgh  Philosophical  Journal ;  edited  by  Brewster  and  Jameson.  Svo,  2  vols. 

aun. ;  vol.  1,  1819;  2,  3,  '20;  6,  7,  '22;  10,  '24;  edited  by  Jameson  alone,  11,  1824;  12, 

13,  '25  ;  14,  '26.    Becomes  Ed.  N.  Phil.  J.  (q.  v.). 
Ed.  N.  Phil.  J.    Edinburgh  New  Philosophical  Journal;  edited  by  Prof  Jameson  (often  called 

Jameson's  Journal,C  Svo,  2  vols.  ann.    1st  ser.,  voh  1,  1826;  2,  3,  '27;  12,  13,  '32;  22, 

23.  '37;  32,  33.  '42;  42.  43,  '47;  52,  53,  '52;  56,  57,  '54.    2d  ser.,  vols.  1,  2,  1855;  11 

12,  '60;  19,  20,  '64.    Here  ends. 
Ermaxs  Arch.    Archiv  fJ.r  wissenschaftliche  Russland.     Begun  in  1841 ;  1  vol.  ann.    Vol.  I, 

184  1  ;  1  1,  '5i  ;  2l,  '61,  etc. 
Gehlen's  J.    Neues allg.  Journal  der  Chemie ;  by  A.  F.  Gehlen.  6  vols.,  Berlin  ;  1 ,  1 803  ;  2,  3,  '04; 

t;.  't  6.    2d  ser.,  under  the  title  Journal  f.'.r  die  Chemie  und  Physik  und  Mineralogie,  9 

vols..  Berlin;  1,  2,  1806;  5,  6,  '08;  9,  '10     Afterward,  Schweigger's  Journal (q.  v.)  began 

at  Nuremberg. 

Gilb.  Ann.  Annalen  der  Physik;  conducted  by  L.  W.  Gilbert.  8vo,  Leipzig,  30  vols.;  1st 
series.  1799-180S;  then  30  vols.,  2d  ser.,  1809-18;  then  Annalen  d.  Phys.  und  der  Phy- 
sikalisfrhen  Chemie,  16  vols.,  3d  ser.,  lS10-'23.  The  vols  of  the  several  series  usually 
counted  consecutively;  1,  2,  1799;  afterward  3  vols,  a  year,  3-6,  180(>;  13-15,  '03;  28- 
;!0,  'Os;  4;^-5.  '13;  58-60,  '18;  73-5,  '23;  76,  '24.  Afterwaid  continued  as  Poggendorfi"s 
Annalen  (q.  v.). 

J.  D  M.  Journal  des  Mines.  Svo,  Paris.  In  monthly  nos.  2  v.  ann. ;  1,  2,  1797  ;  11,  12,  1802  ; 
21,  22,  '07  ;  31,  32,  '12;  37,  38,  '15.    Continued  after  in  Anuales  des  Mines  (q.  v.). 

J.  de  Phys.  Journal  de  Physique.  4to,  Paris,  2  vols.  ann.  Edited  by  Abbe  Rozier  (and  hence 
called  Rozier's  J.),  for  vol.^.  1-43  (for  a  time  with  also  Mongez,  Jr.);  by  Delametherie 
for  vols.  44— 84 ;  and  afterward  bv  Blauiville.  Two  introductory  vols.,  177 1,  1772  ;  vols.  1, 
2,  1773;  11,  12.  '78;  22,  23.  '83;  32,  33, '88;  42.  43,  '93;  44,  45,  '94  (French  Revolu- 
tion);  46,  47, '98';  5%  57,  1S03  ;  66,  67, '08  ;  76,  77, '13;  86,  87, '18;  94.  95,  '22 ;  96,1823. 

J.  pr.  Ch.  Journal  f;;r  praktische  Chemie.  Svo,  Leipzig,  3  vols.  ann.  Begun  in  1834;  first 
edited  bv  Erdmann  &  Schweigger-Seidel  (see  Schweig2:er  J.) ;  from  1838  by  E.  &  Marchand; 
from  1S52,  by  E.  &  Werther.  Vols.  1-3,  1834;  19-21,  '40;  34-36,  '45;  49-51,  '50;  64- 
6n.  '55;  79-81,  '60;  94-96,  '65;  l(i9-ill,  '7(>.  Preceded  by  J.  f  pr.  und  (Ekonoraische 
Chemie,  18  vols.  Svo,  3  vols,  ann.,  begun  in  1828, 

Jahrb.  Min.  Jahrbuch  f iir  Mineralogie,  Geognosie,  Geologic,  und  Petrefaktenkunde :  edited  by 
K.  C.  V.  Leonhard  &  H.  G.  Bronn.  Svo,  Heidelberg,  1  vol.  ann.  1S30-32,  4  Nos.  a  year; 
after  '32,  6  Nos.,  and  called  Neues  Jahrbuch  etc.  Vol.  1,  1830;  6,  '35  ;  11,  '40;  lb,  '45; 
21,  '50;  26,  '55;  31,  '60;  36,  '65;  41,  '70. 

Arsb.      )  Arsberattelser  om  framstegen  i  Kemi  och  Mineralogi,  af  Jac,  Berzelius.    In  German, 

Jahresb.  )  Jahresbericht  iiber  die  Fortschritte  der  Chemie  und  Mineralogie.  Svo ;  usually 
designated  by  the  year.  Commenced  with  1821.  Vol.  1,  1821;  11,  '31;  21,  '41;  30, 
1850;  the  last  three  vols  by  Svanberg.  Continued  in  the  Giessen  Jahresbericht,  issued 
by  Liebig  &  Kopp,  from  1847  to  '56 ;  by  F.  Zammincr,  '57  ;  Kopp&  Wih,  in  '58  ;  and  Will 
alone  from  '63  m.    The  first  vol.  covers  the  years  1847,  '48. 

Karst.  Arch.  Min.  Archiv  fiir  Mineralogie,  Geognosie,  Bergbau  und  Hiittenkunde.  26  vols. 
Svo,  1829-1855,  Berlin.  Edited  for  vols.  1-10  by  C.  J.  B.  Karsten;  later  by  Karsteu  & 
V.  Dechen. 

Kastn.  Arch.  Nat,    Archiv.  fiir  die  gesammte  Naturlehre;  edited  by  K.  W.  G.  Kastner.  Svo, 

Nuremberg.    27  vols,.  3  vols,  ann.,  1824-'35, 
Kell.  &  Tiedm.    Nordamerikanischcr  Monatsbericht  fiir  Natur-  und  Heilkunde  ;  edited  by  Dr. 

W.  Keller  &  Dr.  H.  Tiedemann.    4  vols.,  Svo,  Philadelphia,     Vol.  1,  1850;  2,  3,  '51; 

4,  '52, 

Lempe's  Mag.  Magazin  fiir  die  Bergbaukunde,  by  J,  F.  Lempe.  Dresden,  vols.,  Svo,  1,  1785; 
2,  3,  '86;  4,  '87;  then  1  vol.  aun.  till  11,  '94;  12,. '98  ;  13.  '99. 
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L'Institut.  L'Institat,  a  weekly  journal  in  small  fol.,  Paris,  1  vol.  aim.;  begun  in  1832.  36th 
year  or  vol.  in  1868, 

Mag.  Xat.  Helvet.  Magazin  fiir  die  Xaturkunde  Ilelvetiens;  herausg.  A.  Hupfner,  Zurich 
Begun  in  17S7. 

Moll's  Efem.    Efemeriden  der  Berg-  und  Hiittenkunde  ;  edited  by  C.  E.  von  Moll.    5  vols. ; 

1805,  at  MiiDchen  ;  afterward  at  Xiirnberg,  2.  '06;  3,  '07;  4,  '08;  5,  'o9.  Preceded  by 
V.  Moirs  Jahrb.  f.  B.  H.,  Salzburg,  5  vols.,  1797-1801  ;  and  Annalen  id.,  Salzburg,  o  vols., 
1SU2-04. 

Nicholson's  J.  Journal  of  Natural  Philosophy,  Chemistry,  and  the  Arts ;  by  Wm.  Xicholson. 
Loudon,  1st  ser.,  5  vols.,  4to,  vol.  1,  1797;  5,  1801,  2d  ser.,  36  vols.  8vo,  vol.  1,  i8.»2; 
36,  1813, 

Xyt  Mag.    Isyt  Magazin  for  Xaturvidenskaberne  ;  by  C.  Laugberg.    8vo,  Christiania. 

Phil.  Mag,  Philosophical  Magazine.  8vo,  London.  1st  ser.  by  Tilloch.  2  or  3  vols,  a  year;  1, 
2,  1798;  3-5.  '99;  6-8.  1800;  21-23,  'o5  ;  30-32,  '08;  33"",  34,  '09  (thence  2  v.  ann.) ;  35- 
36,  '10;  45,  46,  '15;  55,  56,  '20;  65,  66,  '25;  67,  68,  '26.  2d  ser,,  or  Pnilosophical  Maga- 
zine and  Annals  of  Philosophv,  2  v.  ann.;  1,  2,  18i7  ;  11,  '32  3d  ser.,  Londou  &  Edin- 
buro-h  Phil.  Mag.:  1.  1SH2:  2,  3,  '33;  12,  13,  '38;  22,  23,  '43;  32.  33,  '48;  36.  37,  '5o. 
4th W.,  L..  E.  a:  Dublin  Phil.  Uag.,  1,  2.  1851  :  11,  12,  '56;  21,  22,  '61  ;  31,  32,  'do. 

Pogg.  or  Pogg.  Ann.  Annalen  der  Physik  und  Chemie ;  edited  by  J.  C.  Poggendortf.  8vo, 
LeiDzig.  3  vols.  ann.  Preceded  by  Gilbert's  Annalen  (q.  v.).  Yols.  1,  2,  1-24;  3-5,  '25  ; 
18-20,  '3U;  27-29,  '33;  30.  Index  vol.;  31-33,  '34;  34-36,  '3'5  ;  49-51,  '40;  63-66,  '45; 
79-81,  '50;  94-96,  '55  ;  109-111,  '60;  124-126,  '65;  139-141,  '70. 

Q.J.  Sci.  Brandos'  Quarterly  Journal  of  Science.  Svo.  2  vols.  ann.  after  1819.  Pubhshed  by 
the  Roval  Institution.  Vol.  1,  1816;  2,  3,  '17,  '17-'18;  4,  5,  '18;  6.  7,  8,  '19;  9,  lU.  '2n  ; 
19.  20,'''25;  27,  28.  '29. 

Rec.  Gen.  Sci.  Records  of  General  Science ;  by  Thos.  Thomson.  4  vols..  Svo,  Edinburgh.  Vols. 
1,  2,  1835  ;  3,  4,  '36. 

Revista  Minera.  Revi>ta  Minera.  Periodico  cientifico  e  industrial  redactado  por  una  Sociedad 
de  lugeuieros.     2  vols..  Svo.  Madrid.    A'ol.  1,  1850;  2,  '51. 

Scherers  J.  AUgemeiues  Journal  der  Chemie ;  conducted  by  A.  X.  Seherer.  10  vols.,  Leip- 
zig und  Berlin;  1,  1798;  2,  3,  1799;  6,  7,  1801;  10,  'u3.  Continued  as  Gehlen's  Jour- 
nal (q.  v.). 

Schweigg.  J.  Journal  fiir  Chemie  und  Physik  ;  conducted  by  J.  S.  C.  Sohweigger.  Xiirnberg, 
8vo.  Also  under  the  title  Jahrbuch  der  Chemie  und  Physik.  3  vols,  a  year;  1-3,  1811  : 
16-18,  '16;  28-30,  '20;  afterward  issued  by  Schweigger  &  Meinecke  ;  then  by  J.  S.  C 
Schweigger  &  Fr.  W.  >chwfigger-Seidel;  then  by  Fr.  W.  Schweigger-Seidel ;  31-33, 
1821  ;  46-48,  '26;  6l-f^3,  '31;  67-69,  '33.  The  next  year  began  the  J.  pr.  Ch.  (q.  v.), 
by  Erdmann  &  Schweigger-Seidel. 

Tasch.  Min.  Taschenbuch  fur  die  gesammte  ^^lineralogie,  von  C.  C.  Leonhard.  18  vols..  12mo, 
Frankfurt  a.  M.,  1  vol.  ann.    Vol.  1,  1807  ;  4,  '10;  9,  '15  ;  14,  '20  ;  18,  '24. 


2.  Transactions^  etc.,  of  Scientijic  Societies. 

Abh.  Ak.  Berlin.    Abhandlungen  der  konighchen  Preuss.  Akademie  der  Wissenschaften  zu 

Berlin.    4to,  Berlin.    Vol.  1  (for  1804-181 1 )  issued  in  181.5. 
Abhandl.  Sexk.  Ges.  Frankfurt.    Abhandlungen  von  d.  Senkenbergischen  naturforschenden 

GeseUschaft  zu  Frankfurt.  Begun  in  ls54.  Vol.  vii.  in  1868. 
Ak.  H.  Stockholm.    K.  Vet.-Academinens  IJ andlingaT-,  Stockholm. 

Ainer.  Assoc.  Proceedings  of  the  American  Association  for  the  Advancement  of  Science.  Svo. 
Vol.  1.  meeting  at  Philadelphia  in  1848  ;  2,  at  Cambridge  in  '49;  3,  at  Charleston  in  '50; 
4.  at  X.  Haven,  '50;  .5,  at  Cincinnati,  '51;  6,  at  Albany,  'ol  ;  7,  at  Cleveland,  '53;  8,  at 
"Washington.  '54;  9,  at  Providence,  '55;  lo,  at  Albany,  '56;  11,  at  Montreal,  '57;  12,  at 
Baltimore.  '58;  13,  at  Springfield,  '59;  14,  at  Newport,  '60;  15,  at  Buffalo,  '66;  16,  at 
Burlington,  '67. 

Ann.  Lyc.  N.  Hist.  N.Y.    Annals  of  the  Lyceum  of  Xatural  History  of  Xew  York.    Begun  in 

1824.    Vol.  8  unfinished  in  ls68. 
Anzeig.  Ak.  Wien.    Anzeiger  der  K.  K.  Akad.  d.  Wissenschaften.    Svo,  Wien.   Begun  in  1864. 

1  vol.  ann. 

Ber.  Ak.  Miinchen.  Sitzungsberichte  der  K.  bayerischen  Akad.  der  Wiss.  zu  Miinchen  (Munich) 
8vo. 

Ber.  Ak.  Wien.  Sitzungsberichte  der  K.  K.  Akad.  der  "Wiss.,  Wien  (Vienna).  Commenced  in 
1848,  8vo. 

Ber.  Ak.  Berlin.  Monatsberichte  der.  K  Preuss.  Akad.  der  Wissenschaften  zu  BerHn.  Svo 
Begun  m  1836. 
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Ber.  nied.  Ges.  B-nn.    SLtzungsberichte  der  niederrheinisclien  Gesellscha 't  in  Bonn.  Issue<» 

with  Yerh.  nat.  Ver.  Bonn. 
Ber.  S-VCHg  Ges.  Leipsic.    Berichte  der  K.  sachs.  Gesellschaft  der  Wiss ,  Leipsic. 
Bull.  Ac.  St,  Pet.     Bulletin  Scientiflque  de  I'Acad.  Imperiale  des  Sciences  de  St.  Petersb.  4to, 

St.  Petersburg.     Vol.  1,  1858;  10,  1867.     Preceded  by  the  two  Bulletins,  B.  physico- 

mathematique.  17  vols,  4to,  and  B.  historico-philologique,  16  vols.,  4to:  and  these  two 

preceded  by  the  one  Bull.  Scientiflque,  10  vols.,  4to. 
Bull.  Soc.  Oh.    Bulletin  mensuel  de  la  Societe  Chemique  de  Paris.   8vo,  I  vol.  ann. 

2d  ser.  begun  in  186U.    Vol.  9  in  1868. 
Bull.  Soc.  G.    Bulletin  de  la  Societe  G-eologique  de  France.    8vo,  Paris.    1st  ser.,  vol.  1,  1830- 

'31;  2,  'H1-'H2;  3,  '32-';s3  ;  4,  '38-'34;  5,  '84;   6,  '.34-'35 ;   7,  '35-'3t) ;  12,  '40-'41  ;  14, 

'42-'48,    2d  ser.,  vol.  1,  '4o-'44;  6,  '48-'49 ;   11,  '53-'54;  16,  '58-'59;  21,  '63-'64;  26, 

'«8-'69. 

Bull.  Soc.  Imp.  Nat.  Moscou.  Bulletin  de  la  Soc.  Imperiale  des  Naturalistes  de  Moscou.  8vo. 
C.  R.    Comptes  Rendus  des  Seance^;  de  I'Academie  des  Sciences.  4to,  2  vols,  ann.;  vol.  1,  1835; 

2,  3,  '36;  12,  13,  '41;  22,  2:J,  '46;  32,  33,  '51;  42,  43,  '56;  52,  53,  '61;  H2,  63,  '66. 
Denkschr.  Ak.  Wien.   Denkschriften  der  Kais.  Akademie  d.  Wiss.  in  Wien. ;  Math. -Natur wis s. 

Classe.    4to,  Wien.    Begun  in  1850;  vol.  25  in  1866. 
Forh.  Vid.  Selsk.  Christiania.    Forhandlingar  i  Yidenskabs-S'elskabet  i  Christiania.  8vo. 
Haid.  Ber.    Berichte  iiber  die  Mittheilungen  ^ou  Freunden  der  Wiss.  in  Wien;  edited  by  W. 

Haidiiiger.    Svo  7  vols.,  Ib46-'51. 
Gel.  Anz.  Munch.    Gelehrte  Anzeige  der  K.  bayerischen  Akad.  der.  Wiss.  zu  Munchen.  4to 

Vol.  1,  1835  ;  39,  '54. 

J.  Ac.  Philad.  Journal  of  the  Academy  of  Natural  Sciences  of  Philadelphia.  1st.  ser.,  8vo,  7 
vols.,  1817-42.    2d  ser.,  4to,  begun  in  1847;  vol.  6  finished  in  1868. 

J.  Nat.  Hist.  Bost.    Boston  Journal  of  Natural  History.    8vo,  7  vols.,  1834-'63. 

J.  Ch.  Soc.  Journal  of  the  Chemical  Society.  1st  ser.,  called  Quarterly  Journal,  etc.  15  vols. ; 
one  vol.  (of  4  Nos.)  a  year;  vol.  1,  1849;  6,  '54;  11,  '59;  15,  '63.  2d  ser.,  montlilv ; 
vol.  ],  1864;  6,  '69. 

Jahrb.  G.  Reichs.     Jahrbuch  der  Kaiserlich-Koniglichen  geologischen  E-eichsanstalt,  Wien. 

Begun  in  1S50,  1  vol.  ann. 
Jahresb.  Wett.  Ges.  Hanau.    Jahresbericht  der  wetterau'schen  Gesellschaft  fur  die  gesammte 
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1,  1807;  2,  '08;  3,  'u9  ;  4,  '10;  5,  '11;  6, '14;  7,  '16;  8,  '18.    Afterward  Yerhandl.  ib. 
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ser.,  40  vols.,  1864,-'38  ;  2d  ser.  begun  in  1839,  and  vol.  22,  in  '65. 
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Schriften  Min.  G-es.  St.  Pet.   Schriften  der  riissisch-kaiserlichen  Gesellschaft  fiir  die  gesammte 

Mineralogie.    1842.    For  continuation  see  Yerh. 
Soc  Sci.  Fexx.    Acta  Societatis  Scientiaruai  Fennicse,  Christiania,  Norway. 
Trans.  Am.  Phil.  Soc.  Philad.     Transactions  of  the  American  Philosophical  Society.  4to, 

Philadelphia. 

Trans.  Soc.  Roy.  Edinb.    Transactions  of  the  Royal  Society  of  Edinburgh.  4to. 


DsTEODLXTIOX. 


xxxix 


Verh.  M!n.  Ges.  St.  Pet.  Yerliandlungeu  d.  russiscli-kaiserliclieu  miueralogischeuGesellschaft 
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in  London,  1783. 

Beez  X.  Syst.  Mix.    Xeues  System  der  Mineralogie  j  translated  from  the  Swedish  by  Drs.  Gmehn 
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MUe.  Eleonore  de  Raab;  by  id.    4  vols.,  8vo,  Yienna,  1790. 
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Brooke,  Cryst.    Familiar  Introduction  to  Crystaliography  ;  by  J.  Brooke.    8vo,  London,  1 823. 
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Daubeuton,  Tabl.  Tableaux  methodique  des  Mineraux.  Paris,  1 784.  Only  a  classified  catalogue. 
Several  subsequent  editions  were  issued,  the  6th  in  1799. 
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H.,  Tr.,  1801,  1822.    Traite  de  Mineralogie;  by  C,  Haiiy,    A  4 to  ed.  of  4  vols.,  with  atlas  in 
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Krj^stallographie,  Stuttgart,  1j)54. 

Vogl's  Joach.  Gangvcrhaltnisse  und  Miueraheichthum  Joachimsthals ;  by  J.  Fl.  Vogl.  Svo, 
Teplitz.  1857. 

WalL,  or  Wall.,  Min.  Mineralogia,  eUer  Mineralriket ;  by  J.  G.  WaUerius.  12mo,  Stockholm, 
1747. 

Wall.,  Fr.  Trl.  French  edition  of  TTallerius's  Min.  of  1747.  2  vols.,  Svo,  Pans,  1753.  Pub- 
lished anonymously. 

Wall.,  Min.,  1772, '75.    Systema  Mineralogicum.    Svo,  Holmiie,  vol.  1,  1772;  2,  '75. 
Wall.,  Min.,  1778.    Syst.  Miu.    2  vols,  Svo.  Vienna,  1778. 

Waltersh.,  Vulk.  Gest.  Ueber  die  vulkanischen  Gesteine  in  Sicihen  und  Island  (Iceland),  und 
ihre  submarine  Umbildung;  by  W.  Sanorius  v.  AValtershausen.    Svo,  Guttingen,  1S53. 

Watts  Diet.  Ch.  Dictionary  of  Chemistry ;  by  H.  Watts.  4  vols.,  1863,  '64,  'G5,  '66 ;  a  fifth 
yet  to  be  issued. 

Wern.,  Auss.  Kennz.  Foss.  Von  d.  ausserlicheu  Kennzeichen  d.  FossiUen  ;  by  A.  G.  Werner. 
8vo,  Leipzig,  1774. 

Wern.;  Ueb.  Cronst.     Kronstedt's  Versuch  einer  Min.  iibersetzt  und  vermehrt  von  A.  G.  Wer 

ner.    Vol.  1,  part  1.    Leipzig,  17  So. 
Wern.,  Min.-Kab.  Pabst.    Verzeichniss  des  MiueraUen  Kabinets  des  Herrn  K.  E.  Pabst  you 

Ohain;  by  A.  G.  Werner.    2  vols.,  Freiberg,  1791,  '93. 
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Wern.,  Letzt.  Min,  Syst.  Letztes  Mineral-System.  8vo,  Freiberg  &  TTien,  181 T.  A  Catalogue 
with  notes.  Weruer  or  his  scliolars  issued,  from  time  to  time,  a  tabular  synopsis  of  his 
Mineral  system  revised  to  the  time  of  publication,  on  folio  sheets,  or  publislied  them  in 
other  works.  The  earliest  after  that  of  Werner's  Cronstedt  was  issued  by  Hofinaun  in 
Bergni.  J.,  1789.  vol.  1,  p.  309.  Emnierling's  Min.,  i.  1799.  contains  the  synopsis  of  1798, 
and  Lud wig's  Min.  contains  that  of  IsUO  and  lb03.  Leonhard's  Tasch.,  iii.  261,  that  of 
181.9. 

Westrumb,  Kl.  Phys.-Ch.  Ab'i.  Kleme  physikalisch-chemische  Abhandlungen  ;  by  J.  F.  West- 
rumb.  Svo.  lAupzig,  vol.  1.  1785;  2,  'c7  ;  3,  '88;  4,  '89;  Hannover,  5,  (3,  '93;  7,  '9.:; 
8.  "IN. 

Withering,  Trl.  Bergm.  Sciagr.    Outlines  of  Mineralogy,  trl.  from  the  original  of  Bergmann; 

by  Wm.  AVithering.    8vo,  17j>3  (Reprinted  in  vol.  2  of  Mem.  and  Traces  of  the  late  Dr. 

"\Vilheriug,  London,  182-). 
Whitney,  Lake  Sup.    Report  on  the  Geology  of  the  Lake  Superior  Land  District;  by  J.  W. 

Foster  and  J.  D.  Whitney.    Svo.  Part  1.  lS5t^;  2.  '51. 
Whitney,  Met.  Wealth.    The  Metallic  Wealth  of  the  United  States,  described  and  compared 

witli  that  of  other  eouutnes ;  by  J.  D.  Whitney.    Svo,  Philadelphia,  1854. 
Whitney,  Miss.  Lead  Region.    Report  of  a  Geological  Survey  of  the  Upper  Mississippi  Lead 

Region  ;  bv  id.   (Made  by  authority  of  the  State  of  Wisconsin.)    8vo,  1862. 
Whitney,  Rep.  G.  Cal.    See  Rep.  G.  Cal. 

Whitney,  Berz.  Blowpipe.  Berzehus  on  the  Blowpipe  ;  translated  by  J.  D.  Whitney.  Svo, 
Boston,  1845. 

Woodward.  Foss.   Fossils  of  all  kinds  digested  into  a  Method  suitable  to  their  mutual  Relation 

and  Affinity.    8vo,  London,  1728. 
Zepharovi:;h,  Min.  Lex.  Mineralogisches  Lexicon  fiir  das  Kaiserthum  Oesterreich  ;  by  V.  R.  v. 

Zepharovich.    Svo,  Wien,  1S59. 

Tlie  works  in  the  above  catalogue  which  are  most  important  for  the  study  of  the 
history  of  mineral  species  are  the  following-,  the  order  cited  being  that  of  time : 

Theophrastus ;  Dioscorides  ;  Pliny's  Natural  History  ;  Agricola's  works  ;  Linnanis's 
Systema  Naturae,  1st  ed.,  1735;  Wallerius's  Mineralogy  in  the  original  Swedish, 
1747  (the  first  systematic,  descriptive  work,  following  in  its  system  of  classification 
mainly  the  1st  edition  of  Linnaeus,  which  the  author  alludes  to  in  his  preface, 
among  other  Swedish  works  by  Forsius,  Hiserne,  Bromell,  and  Swedenborg) ; 
Cronstedt's  Mineralogy,  1757  (a  new  chemical  system) ;  Linnaeus's  Sy sterna  Natune, 
10th  ed.,  1768;  Rom'e  de  Lisle's  Crystallographie,  1772,  1783  (the  first  systematic 
ertort  to  apply  the  principles  of  crystallography  to  the  science) ;  Wallerius's  Min.  of 
1772,  1778  (the  system  and  facts  are  little  changed  from  the  earlier  edition)  ;  Wer- 
ner on  the  External  Characters  of  Minerals,  1774,  and  his  Cronstedt,  1780;  Berg- 
mann s  Opusctila,  1780,  and  Sciagraphia,  1782;  Hofmaun's  exposition  of  Werner's 
system  in  the  Bergm.  J.,  1789  ;  Emmerling's  Mineralogy,  l793-'97,  and  1799-1802  ; 
Lenz's  Mineralogy,  1794;  Klaproth's  Beitrage,  1795-1810;  Karsten's  Tabellen, 
1800;  Haiiy's  Treatise  on  Mineralogy,  1801;  Reuss's  Mineralogy,  1801-1806; 
Ludwig's  Werner,  1803,  1804;  Mohs's  Null  Kab.,  1804;  Karsteu's^tabellen,  1808; 
Lucas's  Tableau,  part  1,  1806  (giving  views  of  Hauy  of  1801  and  1801  to  1806)  ; 
Brongniart's  Mineralogy,  1807;  Haiiy's  Tableau  comparatif,  1809;  Hausmann's 
Handbuch,  1813  ;  Hoftmann's  Mineralogie,  1811-1817  ;  Ullmann's  Uebersicht,  1814  ; 
Jameson's  Mineralogy,  1816,  1820;  Werner's  Last  Mineral  System  (Letztes,  etc.), 
1817;  Cleaveland's^Mineralogy,  1816,  1822;  Berzelius's  Nouv.  Systeme,  1819; 
Leonhard's  Handbuch,  1821,  1826;  Mohs's  Mineralogy,  1822;  Haidingefs  transla- 
tion of  Mohs,  1824  ;  Breithaupt's  Charakteristik,  182oVl823,  1832  ;  Beudant's  Trea- 
tise, 1824,  1832  ;  Phillips's  Min.,  1823,  1837  ;  Glocker's  Min.,  1831, 1839  ;  Shepard's 
Min.,  1832-'35,  and  later  editions;  von  Kobell's  Grundziige,  1838;  Mohs's  Min., 
1839;  Breithaupt's  Min.,  1836-1847  ;  Haidingers  Handbuch,  1845;  Hausmann's 
Handbuch,  1847  ;  Dufrenoy's  Min.,  1 844-1 847"(also  1856-1859) ;  Glocker's  Synop- 
sis, 1847;  Brooke  <fe  Miller,  1852;  von  Kobell's  Tafeln,  1853;  Ranmielsberg'a 
Handworterbuch  and  Supplements,  1841-1853;  Kenngott's  Uebersicht,  1844-1865 
DesCioizeaux's  Mineralogy,  1862  ;  von  Kobell's  Geschichte,  1864. 
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7.  Annotated  Index  to  the  Useful  Metals  and  Metallic  Ores. 

GOLD. — Kaiive  Gold  (]).*  Distinguished  from  all  minerals  it  resembles  by  its  flattening  under 
a  hammer;  its  cutting  hke  lead,  although  considerably  harder;  its  resisting  the  action  of  nitric 
scid,  hot  or  cold :  its  higli  specific  gravity. 

Gold  also  occurs  in  Gold  Ama'ga}u  (1  1  \  Sylvanite  (98),  Kagyagite  (99),  Petzite  (58A),  and  Gala- 
veriie  (Supplement).   Also  sometimes  in  traces  in  Pyrite,  Galenite,  Chalcopyrite.  Xative  Tellurium. 

PLATINUM.— IRIDIUM.- PALLADIUM.— ^Va<a-e  Platinum  (3),  the  source  of  the  platinum 
of  commerce,  is  distinguished  by  the  same  tests  as  gold;  and  it  is  mainly  on  account  of  its  mal- 
leabiliry  that  it  occurs  in  flattened  grains  or  scales.  Platimridium  (4)  is  another  ore  somewhat 
harder.  Iridosmine  (7)  resembles  platinum;  but  it  scratches  glass,  and  gives  the  reaction  of 
osmium,  besides  being  rather  brittle.    Native  Palladium  (5). 

SILVER. — The  important  Silver  minerals  are:  Native  Silver  {-l),  sectile  and  malleable  like  gold, 
the  only  one  that  has  a  white  color;  Argeniite  or  StiJpliuret  of  Silver  {-iO),  blackish  lead-gray, 
cutting  (unhke  the  following)  nearly  like  pure  lead,  cubic  in  crystallization;  Pyrargyrite  and 
Pro'.ifitite  or  Ruby  Jr^ilver  ore  (1 17,  1 18),  ruby  red  to  black,  always  giving  a  bright  red  powder; 
Freitslebenite  or  Gray  Silver  ore  (114  1,  steel-gray,  rather  brittle,  and  powder  steel-gray  ;  S/ephanik 
or  Brittle  or  Black  Silver  ore  (loO),  iron-black,  and  giving  an  iron-black  powder;  Cerargyrite  or 
Horn  Stiver  (140),  resembling  a  dark-colored  gray  or  greenish  wax,  and  cutting  like  wax;  Emlo- 
lite  or  Chloro-bromid  of  Silver  (141),  like  the  last,  but  more  greenish.  These  ores  yield  silver 
easily,  when  heated  ou  charcoal.  Besides  these,  Tetrahedrite  or  Gray  Copper  i  l2r>)  is  often  a 
valuable  silver  ore ;  Galenite  (44).  which,  although  seldom  yielding  over  seventy-uve  ounces  to 
the  ton.  affords  a  considerable  part  of  the  silver  of  commerce.  For  other  rarer  silver  minerals, 
see  35,  ;-;6,  41,  42,  58-tiU,  02,  Go,  98,  9ii,  10f<,  111,  115,  116,  120,  131,  133,  142,  14o. 

COPPER. — The  more  valuable  species  are:  Native  Copper  (12);  Chalcopyrite  or  Copjier pyritf^s 
(78),  of  a  brass-yellow  color,  scratched  easily  with  the  point  of  a  knife-blade,  and  giving  a  grefcni.«h- 
black  powder;  Barnliardiite  (79)  and  Cuharate  (77),  which  are  similar  to  the  last,  but  paler; 
Boraite  or  Purple  CojJj^er  (49),  pale  yellowish,  with  a  slight  coppery  tinge,  but  tarnishing  exter- 
nally to  purple,  blue,  and  reddish  tints,  easily  scratched  with  a  knife-blade,  and  powder  grayish ; 
Clialcocitt  or  Vitreous  Copper  (61),  of  a  dark  lead-gruy  color,  and  powder  similar,  reseuibhug  some 
silver  ores,  but  yielding  copper  and  not  silver  when  heated  ou  charcoal ;  Tetrahedrite  or  Gray 
Copper  (Tin),  of  a  somewhat  paler  steel-gray  color  and  powder;  Red  Copper  (172);  B  ack  Copper 
(178) ;  Malachite  or  Green  Carbonate  of  Copper  (751),  of  a  bright  green  color,  sometimes  earthy  in 
the  fracture  and  sometimes  silky;  Azurite  or  B  ue  Malachite  (752),  of  a  rich  deep  blue  color,  either 
earthy  or  vitreous  in  lustre.  All  the  above  are  acted  on  by  nitric  acid,  and  the  solution  deposits 
a  red  coating  of  copper  on  a  strip  of  polished  iron  ;  ChrysocoHa  (.^46),  a  silicate  of  copper,  resem- 
bling tlie  (jlreen  Carbonate,  but  paler  green,  and  usually  having  a  close  texture  (never  fibrous),  a 
smoother  surface  and  somewhat  waxy  lustre^  although  occurring  usually  as  an  incrustation ; 
AUicaiit  te  or  Chlorid  of  Copper  (158',  of  deeper  green  than  Malachite;  Sulphate  of  Copper  (G69). 
For  rarer  minerals  containing  copper,  see  37,  38,  39,  42,  43,  46,  50,  51,  62,  80,  82,  100-103,  110, 
119,  IJI,  124,  126,  154  (sulphids,  arsenids,  etc.);  218,  345  (silicates);  533-53'5,'  oo8-548,  567, 
5^3,  615,  622,  623,  63f),  639,  644,  66.\  t)70.  700,  705,  7l)6,  7o8  (phosphates,  arsenates,  sulphates); 
750,  755  (carbonates). 

QUICKSILVER.— The  only  valuable  ore  is  Cinnabar  (64)  of  a  bright  red  to  brownish-black 
color,  with  a  red  powder,  and  affording  quicksilver  when  heated  in  an  open  tube.  There  are  also 
Native  Quicksilver  (8) ;  Amalgam  (9) ;  Selenid(65j;  Chlorid  and  lodid  (136,  144).  Tetrahedrite 
(125)  sometimes  contains  this  metal. 

LEAD. —  Galenite  (44)  is  the  only  abundant  lead  ore  ;  it  is  a  lead-gray,  brittle  ore.  yielding  lead 
when  heated  with  charcoal  The  carbonate  (cerussite,  729),  phosphate  (pyromorphite,  493),  arse- 
nate (mimetite,  494),  and  sulphate  (anglesite.  633),  are  rarely  worked  as  ores.  For  other  lead 
minerals,  see  41,  45,  46,  47,  99,  105-107,  111-114,  119,  122-124,  126,  128,  129  (sulphids,  antimo 
nids,  etc.) ;  145,  150-152  (chlorids) ;  1  77,  197  (oxyds);  502,  539  (arsenates);  505  (antimonate) ; 
556  (phosphate);  616  (tungstate) ;  H17  (molybdate) ;  619-621,  623  (vanadates);  635,  636,  638, 
641,  7ijO  (sulphates);  642-645  (chromates) ;  712  (selenate) ;  715,  733  (carbonates). 


*  The  numbers  refer  to  the  number  of  the  species. 
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2TN"C — The  most  important  ores  are:  1,  Sm'dhsonite  or  Carlonale  of  Zinc  {1-2?,).  and  2,  Cala- 
viine  or  SWca'e  of  Zinc  (361);  they  are  alike  in  a  white,  grayish-white,  or  greenish-white  color, 
commonly  a  slight  waxy  lustre  and  smooth  look  (often  stalactitic  or  manimillary  i.  yet  sometimes 
eartliy;  and  a'hardness  such  that  the  surface  is  scratched  with  a  knife-blade  with  some  little 
dirhculty.  They  difter  in  tlieir  action  with  muriatic  acid  ;  when  the  surface  is  drusy,  the  silicate 
shows  projections  of  minute  rectangular  prisms.  Z'/irlie  or  Iitd  Zinc  Ort  (ITOj  is  also  important- ; 
it  is  bright  red  and  very  distinctly  foliated.  Blende  or  Sulphid  of  Zinc  (5'))  is  a  common  ore,  hav- 
ing a  yellow  to  black  color  and  resinous  lustre,  and  distinctly  clcavable  :  the  black  varieties  are 
somethnes  a  little  metallic  in  lustre,  but  tlie  powder  is  nearly  or  quite  white.  For  other  Zinc 
minerals,  see  185,  188  (oxydsi:  70  (sulphid);  57  (oxysulphid) ;  288,  2-il,  270  (silicate);  634, 
606  (sulphate;;  500  (phosphate);  53(»,  537  (arsenate);  749,  7oO  (carbonatej. 

COBALT,  XICKEL.— The  ores  of  cobalt:  Smal'ife  («3)  and  CobaJiUe  (S5),  both  of  nearly  a  tin- 
white  color,  with  the  powder  grayish-black,  color  sometimes  verging  slightly  to  gray.  The  Black 
Oxyd  of  CohaJt  (218).  a  kind  of  bog  ore  and  very  impure,  is  sometimes  sutBciently  abundant  to  be 
valuable  The  u.^efnl  ores  of  nickel  are  Chloanthite  or  the  uiccoliferous  smaltite  (N3),  Gersdorffife 
or  Nickel  G  ance  (So),  X'ccolite  or  Oqyper  Xichel  (71),  distinguished  by  a  pale  copper-red  color,  and 
Xiccoiferous  Pyrrlio'ife  (6s).  from  which  the  larger  portion  of  the  nickel  of  commerce  is  extracted. 
For  other  ores  of  Coh-dl,  see  53.  8  1,  82.  84.  95,  97  (sulphids  and  arsenids) ;  61  f>  (molybdate) ;  Qui 
(sulphate);  526,  5-'.i,  530  (arsenate);  748  (carbonate);  of  Xickel^  54,  66  (sulphid);  74,  87,  88 
(arsenical  or  antiuionial) ;  416  (silicate);  668  (sulphate);  527,  529,  53u  (arsenate) ;  747  (carbo- 
nate ). 

MAXG-AXESE. — Common,  as  Pyrohi.site  (199)  and  Psih7neiane  {2\1),  both  black  or  grayish- 
black  ores,  and  having  little  lustre,  and  a  blackish  streak  or  powder,  in  which  last  particular  they 
are  distinct  iro'.n  tiie  iron  ore  called  Limunite,  with  which  they  are  often  associated,  and  also  from 
Hematite  or  Specular  Iron,  Tr«rf(218iis  an  earthy  bog  manganese,  sometimes  abundant  and 
valuable.  Jfaag  'n/ic  (205)  is  abundant  in  certain  mines,  but  is  of  little  value  in  the  arts,  becaiise 
of  it?  containing  so  little  oxygen  (one-third  less  than  Pyrolusite),  to  which  fact  Beudant  alludes 
in  his  name  for  the  species,  Acerde.se;  it  ditlers  from  pyrolusite  in  its  reddish-brown  powder. 
For  other  manganese  ores,  see  52,  76  (sulphid);  73  (arsenid) ;  195,  196  (oxyds) ;  241.  262,  263 
269,  491  (silicates);  498,  499,  531  (phosphates);  532  (arsenate);  663,  679,  680  (sulphates);  717, 
721,  722,  725  (carbonates). 

CHROMIUM.— C/r/-o?7n'c  Iron  (189).  a  grayish-black,  little  lustrous  ore.  occurring  mostly  in  Ser- 
pentine, is  the  source  of  chrome  in  the  arts.    For  different  ehroraates,  see  p.  614. 

IROX. — The  important  iron  ores  are  :  Hemaf.ife  or  Specu'ar  Iron  (the  luuarim;  or  b'oods'one  of 
Theophrastus)  (1>"),  characterized  by  its  blood-red  powder,  and  occurring  either  earthy  and  red, 
or  metallic  and  dark  steel-gray;  in  the  latter  condition  ver}'  hard,  a  knife-point  making  no  impres- 
sion ;  MigutU'e  or  magnet <c  iron  ore  (18ii),  as  hard  as  the  preceding,  but  having  a  black  powder, 
and  being  attractable  by  a  magnet;  Frank' mite,  an  allied  species,  containing  zinc  and  manganese 
(188);  Lrnionite.  called  also  brown  hematite  (2Ij('>).  a  softer  hydrous  ore,  affording  a  brownish- 
ycUo'V  powder,  earthy  or  semi-metallic  in  appearance,  and  often  m  manimillary  or  stalactitic 
forms;  nearly  related  to  limonite  are  gothite  (2o4t.  turfite  (202),  and  limnite  .21:3);  Sidtri.'e  or 
Spa'h'C  Iron  (7  21),  a  sparry  ore,  of  grayisli,  grayish-brown,  and  brown  colors,  very  distinctly  clea- 
vable.  turuiag  brown  to  black  on  exposure.  The  conunon  clayey  iron  ores  are  impure  r  :-e-.  either 
of  Spatiiic  Ir.jn.  Limonite.  or  H^m.atite  :  when  the  last  thoy  are  red  ;  when  bmwn,  rL"l'iish-  irown, 
or  yello.vish-brown  to  black,  they  may  be  either  of  the  two  former.  One  of  the  niu&t  common 
iron  mmerals  is  Fyr/te  or  sulphid  of  iron  (75),  a  pale  j^cUovn-,  brass-like  ore,  hard  enough  to  strike 
fire  with  steel,  and  thus  unlike  any  copper  ore,  and  all  similar  ores  of  other  metals.  It  is  fre- 
quently mined  and  utihzed  for  the  sulphur  it  contains  Marc'isi-t  (\n)\  similar,  but  is  prismatic 
and  often  crested  in  its  forms.  Pyrrhotd'i  or  Ma<jndic  Pyri  e-<  \  6--)  is  less  Lard  and  pab-r.  or  more 
grayish  in  color.  Le'iaq-tyrde  and  Mi.spickel  (91,  9:;,  94)  are  white,  metallic,  arsenical  ores,  some- 
what resembling  ores  of  cobalt.  Menaccunite  or  Titanic  Iron  (Isl)  resembles  specular  iron  closely, 
but  has  not  a  red  powder;  it  is  abundant  in  some  regions.  For  other  iron  minerals,  see  260, 
284,  334,  369,  435,  4:36,  467,  469  (sihcates);  473-475  (columbates,  tantalates);  49-,  49'.n'.o24,  5j5, 
553.557,55s,  560,  567-570,  576  (phosphates,  arsenates);  605  (borate);  610  (tungstate) :  646, 
662,  664.  665,  672,  675,  6^2-687,  692.  696  (sulphates);  717,  719,  720  (carbonates);  758  (oxalate). 

TIN, — The  only  valuable  ore  is  the  Oxyd  of  Tin  or  CassHerite  (192),  a  very  hard  and  heavy 
mineral  of  a  dark  bro\vn  to  black  color,  sometimes  gray  or  grayish-brown,  without  any  metallic 
appearance  ;  the  crystals  usually  have  a  very  l.^rilliant  lustre.  Tin  also  occurs  as  a  sulphid  (^80) 
a]\d  is  sparingly  found  iu  ores  of  tantalum  auu  some  other  mineral  species. 
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INTRODrCTION. 


TITANIUM.— The  only  ore  of  tliis  metal  of  any  value  is  Rutile  (193). 

ARSENIC. — Native  Arsenic  (1 7)  is  one  source  of  arsenic,  but  it  is  too  rare  to  be  of  much  avail 
also  Orjnment  (27),  a  sulphur-yellow,  foliaceous,  and  somewhat  pearly  mineral,  and  Realgar  (26)^ 
bright  red  and  vitreous.    Arsenic  is  mostly  derived  for  the  arts  from  the  arsenical  ores  of  iron, 
cobalt,  and  nickel. 

ANTIMONY, — Stihnite  or  Crray  Antimony  (29)  is  the  source  of  the  antimony  of  commerce.  It 
is  a  lead-gray  ore,  usually  fibrous  or  in  prismatic  crystals,  and  distinguished  from  a  similar  ore  of 
manganese  by  its  perfect  diagonal  cleavage  and  its  easy  fusibiUty.  Native  antimony  (18),  senar- 
montite  (220),  valentinite  (221),  are  sometimes  found  in  suflScieut  abundance  to  be  mined.  Anti- 
mony occurs  also  in  numerous  ores  of  lead,  silver,  and  nickel;  also  as  oxysulphid  (226). 

'B>VS)'hl'[5TlB..— Native  Bismuth  (20),  the  source  of  the  raetal  in  the  arts,  is  whitish,  with  a  faint 
reddish  tinge,  has  a  perfect  cleavage,  and  is  very  fusible.  For  other  bismuth  ores,  see  30-33, 
36,  102,  103,  121,  123,  124  (sulphids,  tellurids) ;  222,  223  (oxyds);  336-338  (silicates);  753  (car- 
bonate), 

8.  Abbreviations. 

For  explanations  of  the  abbreviations  Var.,  Comp.,  Obs.,  Alt.,  Artif.,  as  headings  of  sections 
in  the  descriptions  of  species,  see  p  xi ;  of  chemical  symbols,  pp.  xi-xviii ;  of  H.,  G.,  B.B.,  O.F., 
E,F.,  p,  XX ;  of  other  abbreviations,  p.  xxxiv. 

The  fractional  expression  f ,  before  the  statement  of  an  analysis  signifies  a  mean  of  twc  analy- 
ses ;  t,  a  mean  of  three ;  and  so  on. 

Q  in  a  formula  after  the  new  system  stands  for  an  accessory  ingredient  in  the  compound,  and 
the  nature  of  this  ingredient  is  to  be  learned  from  the  formula  after  the  old  system  in  the  same 
line. 

In  the  statements  of  the  angles  of  crystals,  abbreviations  are  used  as  foUows: 
pyr.,  angle  over  a  pyramidal  edge. 
bas.,  angle  over  a  basal  edge. 
lyiac  angle  over  a  macrodiagonal  edge. 
brack.,  angle  over  a  brachydiagonal  edge. 
top,  angle  between  opposite  planes  over  the  summit. 
ter?7i.,  angle  over  terminal  edge  in  a  rhombohedron, 
adj.,  angle  between  adjacent  planes. 

ov.,  over;  brachyd.,  brachydiagonal;  macrod.,  macrodiagonaL 


DESCEIPTIVE  MINERALOGY. 


The  following  are  the  general  subdivisions  in  the  classilication  of  mine- 
rals adopted  in  this  treatise  ; 

GENERAL  SUBDIVISIONS. 

I.  Native  Elements. 

II.  Compounds  :  the  moee  negative  element  an  element  of  Series  II. 
(See  next  page.) 

1.  Binary:  Sulphids,  Tellueids,  of  Metals  of  the  Sulphur  and 
Arsenic  Groups  (p.  26). 

2.  Binary :  Sulphids,  Tellurids,  Selenids,  Arsenids,  Antimontds, 
Bismuthids,  Phosphids,  of  Metals  of  the  Gold,  Iron,  and  Tin 
Groups  (p.  33). 

3.  Ternary :  Sulpharsenites,  Sulphantimonites,  Sulphobisiviuth- 
ites  (p.  8-1). 

III.  Compounds  :  the  more  negative  element  an  element  of  Series 
[II.,  Group  I.    (See  page  3.) 

1.  Chlorids,  Bromids,  Iodids  (p.  110). 

lY.  Compounds  :  the  more  negative  element  an  element  of  Series 
III.,  Group  II. 

1.  Fluorids  (p.  123). 

Y.  Compounds  :  the  more  negative  element  an  element  of  Series 
III.,  Group  III.    Oxygen  Compounds. 

1.  Binary  :  Oxyds  (p.  131). 

2.  Ternary;  the  basic  element  an  element  of  Series  1.  ;  the  acidic 
of  Series  IL  (as  silicon,  columbium,  phosphorus,  etc.) ;  the  acidific 
of  Series  III.  (oxygen) :  1,  Silicates  (p.  202) ;  2,  Columbates, 
Tantalates  (p.  512) ;  3,  Phosphates,  Arsenates,  Antevionates, 
Kitrates  (p.  526)-;  4,  Borates  (p.  593) ;  5,  Tungstates,  Moltb- 
dates,  Y^nadates  (p.  601) ;  6,  Sulphates,  Chromates,  Tellu- 
rates  (p.  612) ;  7,  Carbonates  (p.  669) ;  8,  Oxalates  (p.  718). 

YI.  Hydro-Carbon  Compounds  :  minerals  of  organic  origin  (p.  720). 
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DESCRITTIYE  MIXER ALOGT. 


1.  NATIVE  ELEMENTS. 


AEEAljq^GEMEi^T  OF  THE  SPECIES. 


Series  I. 

1.  GOLD  GROUP. 

1.  Gold.  2.  Silver. 

2.  IRON  GROUP. 


3.  Platixum. 

4.  Platinirtdium. 

5.  Palladium. 

6.  Allopalladium. 

7.  Irldosmixe. 

(1 )  .  Newjarskite. 

(2)  .  Sisserskite. 

8.  Quicksilver. 


9.  Amalgam. 

10.  Arquerite. 

11.  Gold- Amalgam. 

12.  Copper. 

13.  Iron. 

14.  Zinc. 

15.  Lead. 


3.  TIN  GROUP. 


Series  II. 
1.  ARSENIC  GROUP. 


17.  Arsenic. 

18.  Antimony. 


19.  Allemoktitb. 

20.  Bismuth. 


2.  SULPHUR  GROUP. 


16.  Tin. 


21.  Tellurium. 

22.  Sulphur. 

23.  Selensulphur. 


3.  CARBON-SILICON  GROUP. 
24.  Diamond.  25.  Graphite, 


Two  series  of  elements  are  here  recognized;  the  first  containing  the  more  basic,  and  the  second^ 
one  division  of  the  more  negative.  These  two  series  are  parallel  in  their  subdivisions,  so  that  tlia 
arrangement  is  a  natural  one,  whether  read  across,  or  up  and  down,  the  page.  The  first  group  of 
each  contains  elements  whose  compounds  have  an  odd  number  of  atoms  of  the  negative  element, 
as  1,  3,  5,  or  the  perissads  (p.  xviii);  the  other  two  of  each,  an  even  number,  as  2,  4,  6,  or  the 
aj'tiads. 

(1)  .  To  the  Gold  group  of  elements  belong  also  hydrogen,  potassium,  sodium,  lithium,  rubidium, 
ccBsium,  thallium ;  the  atomic  ratio  for  the  oxyds  is  1  :  1,  and  the  general  formula  of  the  same  RO, 
•  or  R'^O,  in  the  new  system  of  chemistry. 

To  the  Arsenic  group  belong  the  elements  phosphorus,  nitrogen,  colurahium,  tantalum,  and  proba- 
bly boron.  In  all  but  boron,  there  are  oxyds  containing  3  and  5  atoms  of  oxygen ;  in  boron,  3, 
but  not  5. 

(2)  .  To  the  Iron  group  of  elements  belong  calcium,  magnesium,  aluminum,  beryllium,  copper, 
cobalt,  nickel,  zinc,  chromium  (in  part),  manganese  (in  part),  lead  (in  part\  etc.  Among  the  oxyds, 
the  atomic  ratio  2  :  2  occurs  in  the  ordinary  protoxyds.  having  the  formula  RO,  as  ordinarily  writ- 
ten (and  so  written  in  this  work),  but  RO,  in  the  new  style  of  chemistry.  The  ratio  4  :  6  is  repre- 
sented in  the  sesquioxyds,  R'^O*  (R'^O^  in  the  new  system). 

To  the  Sulphur  group  of  elements  belong  also  selenium,  vanadium,  and  probably  molybdenum,  in 
which  the  more  prominent  acid  has  the  atomic  ratio  2  :  6.  Here  also  may  be  included  that  state 
of  the  metal  chromium  which  exists  in  chromic  acid  (CrO^,  or  -GrO^),  that  of  manganese  in  man- 
ganic acid,  and  that  of  molybdenum  in  molybdic  acid. 

(3)  .  To  the  Tin  group  belong  also  titanium,  zirconium,  thorium.    The  prominent  oxyd  has  the 
atomic  ratio  2  :  4  (RO'',  or  in  the  new  system  ftO'^).    This  group  may  contain  also  that  state  of 
lead  which  exists  in  the  oxyd  PbO^  (or  PbO^) :  and  the  same  also  of  manganese  existing  in  MnO" 
of  platinum  and  palladium  in  the  deutoxyd  state,* 


*  The  three  states  of  a  basic  metal,  corresponding  to  the  protoxyd,  sesquioxyd,  and  deutoxyd 
of  the  same  (in  which  1  part  of  metal  balances,  in  its  aflanity,  1,  1^,  and  2  pans  of  oxygen),  may  be 
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The  Carbon-Silicon  Group  contains  Carbon  and  Silicon.  They  are  related  to  one  another 
in  the  atomic  ratio  of  their  prominent  acids  (  SiO^  CO^),  but  they  are  very  widely  unhke  in  many 
respects,  and  very  strikingly  so  in  the  mineral  compounds  of  the  two  acids.* 

Series  III. — Besides  the  above  two  series  of  elements,  there  is  a  third,  consisting  of  the  emi- 
nently negative  elements  (for  the  most  part  exclusively  negative).  The  three  groups  of  this 
Series  III.  are : 

(1)  .  Chlorin'e,  Bromixe,  Iodine. 

(2)  .  Fluokine, 

(3)  .  OXYGKN. 

The  first  of  these  groups  (like  the  same  in  Series  1.  and  II.)  includes  elements  of  the  odd  divi 
sion  ;  the  third  of  the  even ;  while  fluorine  is  of  either. 


Isometric.  Observed  planes  0,  /,  1,  {-2,  3-3,  4-2.  Figs.  1  to  8,  15,  IT, 
and  the  following :  the  octahedron  and  dodecahedron  (f.  2,  3),  most  com- 
mon. Crystals  sometimes  aciciilar  through  elongation  of  octahedral  or 
other  forms  ;  also  passing  into  filiform,  reticulated,  and  arborescent  shapes ; 
and  occasionally  spongiform  from  an  aggregation  of  filaments ;  edges 


of  crystals  often  salient  (f.  51).  Cleavage  none.  Twins  :  composition  face 
octahedi'al,  as  in  f.  50  ;  and  occurring  also  in  trapezohedral  and  othei* 
forms.  Also  massive  and  in  thin  laminae.  Often  in  flattened  grains  or 
scales,  and  rolled  masses  in  sand  or  gravel. 

H.  =  2-5— 3.  G.  =  15-6— 19-5  ;  19*30— 19-34,  when  quite  pure,  O.  Eose. 
Lustre  metallic.  Color  and  streak  various  shades  of  gold-yellow,  some- 
times inclining  to  silver-white.    Yery  ductile  and  malleable. 

Composition,  Varieties. — Gold,  but  containing  silver  in  different  proportions,  and  sometimes 

also  traces  of  copper,  iron,  palladium,  rhodium. 

Var.  1.  Ordinary.  Containing  0-16  to  16  p.  c.  of  silver;  or,  the  atomic  ratio  of  gold  to  sil- 
ver varying  from  150  :  1  to  3:1.  Color  varying,  accordingly,  from  deep  gold-yellow  to  pale 
yellow;  Gr.  =  19 — 15-5.  Ratio  for  the  gold  and  silver  of  3  :  1  corresponds  to  15-1  p.  c.  of  silver; 
4  :  1,  12  p.  c. ;  6  :  1,  8  4  p.  c. ;  10  :  1,  5"3  p.  c.  (a)  In  distinct  crystals  or  groups  of  crystals;  (&) 
arborescent  or  reticulated ;  (c)  filiform;  (c^j  spongy;  (e)  in  laminae;  (/)  rolled  masses;  (^)  scales 
or  grains. 

2.  Argentiferous;  Elecirum.  (Anxo?  yov-roi  Herod. ;  ''HXzKTpov  Homer,  Strabo;  Electrum  Plin. 
xxxiii.  23.)    Color  pale  yellow  to  yellowish-white  ;  Gr.  =  15'5 — 12-5.    Ratio  for  the  gold  and  silver 


designated  respectively  (using  the  letters  of  the  Greek  alphabet)  the  alpha,  beta,  and  gamma  states. 
While  the  iron  or  Fe  in  FeO  is  closely  related  to  magnesium,  calcium,  etc.,  that  in  Fe^O^  is  as 
closely  related  to  aluminum ;  and  that  in  FeS^,  or  Pb  in  PbO",  or  Mn  in  MnO^,  as  closely  related 
to  tin  and  titanium,  whose  ordinary  oxyd  is  RO^  This  relation  is  apparent  in  the  crystaUographIc 
and  chemical  characters  of  the  corresponding  oxyds.  See  further  on  this  subject  a  paper  by  the 
author  in  Am.  Jour.  Sci,  II.  xliv.,  1867,  and  Introd.,  p.  xv. 

*  Jn  strict  system,  the  Silicates  should  come  in  classification  next  before  the  Carbonates,  instead 
of  where  they  are  placed  in  this  work.  But  as  there  are  no  analogies  between  the  species  of  these 
two  groups,  the  separation  is  without  serious  objection. 


1 .  GOLD.    Sol.  Alchem.    Gediegen  Gold  Germ.    Or  natif  Fr. 


51 


52 


53 
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NATIVE  ELEMENTS. 


of  1  :  1  corresponds  to  36  p.  c.  of  silver  (anal.  3,  4,  26,  21,  45) ;  1^:1,  to  26  p.  c.  (anal.  15,  41-44); 
2  :  1,  to  2 1  p.  c.  (anal.  54,  55) ;  2^  :  I,  to  18  p.  c.  (anal.  40).  Pliny  says  that  when  the  proportion  of 
silver  in  the  gold  is  one-fifth  (=20  p.  c.)  it  is  called  elecirum.  The  word  in  Greek  means  also  aviber ; 
and  its  use  for  this  alloy  probably  arose  from  the  pale  yeUow  color  it  has  as  compared  with  gold. 

An  argentiferous  gold  from  the  Ophir  Mine,  Nevada,  pale  yellowish  in  color,  gave  Breithaupt 
(B.  H.  Ztg.,  XXV.  169)  G-.  =  13'25,  13-68.  He  observes  that  it  contains  more  silver  than  gold,  but 
gives  no  analysis. 

3.  FaUadium-GoId,  Forpezite  Frobel,  contains  nearly  10  p.  c.  of  palladium,  besides  some  silver; 
color  pale.  From  Porpez  in  BraziL  Another  variety  from  Zacotinga  and  Condonga  in  Brazil 
contaius  5  to  6  p.  c.  of  palladium. 

4.  Rhodium- Gold.  Contains,  according  to  del  Rio  (Ann.  Ch.  Phys.,  xxix.  137),  34-43  p.  c.  of 
rhodium;  G.=:15"5 — 16*8;  brittle.    Requires  reexamination. 

Analyses  by  Avdejef  (Pogg ,  liii.  153);  Boussingault  (Ann.  Ch.  Phys.,  xxiv.  408);  Forbes  (Phil. 
Mag..  IV.  xxix.  129,  and  xxx.  142);  T.  H.  Henry  (Phil.  Mag.,  HI.  xxxiv.  205);  Hofmaun  (Ann. 
Ch.  Pharm.,  Ixx.  255) ;  T.  S.  Hunt  (Rep.  G.  Can ,  and  Am.  J.  Sci.,  II.  xx.  448);  Kerl  (B.  H.  Ztg., 
1853.  No.  3);  Klaproth  (Beitr.,  iv.  1);  A.  Levol  (Ann.  Ch.  Phys.,  II.  xxvii.  310);  Mallet  (J.  G. 
Soc.  Dublin,  iv.  271) ;  Marsh  (Am.  J.  Sci.,  II.  xxxiii.  190);  Northcote  (Phil.  Mag.,  IV.  vi.  390);  Os- 
wald  (Pogg..  Ixxvii.  96) ;  Pietzsch  (Arch.  Pharm.,  II.  xcviii.  142) ;  Rivot  (Ann.  d.  M.,  IV.  xiv.  67); 
G.  Rose  (Poarg.,  xxiii.  161);  Terrell  (C.  R.,  hx.  1047);  Teschemacher  (Q.  J.  Ch.  Soc.  ii.  193); 
Thomas  (PhiT.  Mag.,  IV.  i.  261);  E.  W.  Ward,  at  Mint  of  Sydney,  N.  S.  W.  (W.  B.  Clarke's  Re- 
searches in  Southern  Gold  Fields,  Sydney,  1860,  p.  276): 


1  Wicklow  Co.,  Ireland 
2.  Trans vlvania,  Barbar 
3. 

4.  "  Vorospatak 


Sp.  gr.  Au 
16-324  92.32 

84-80 
[64-52] 

60-49 


5. 

6. 

7. 

8. 

9. 
10. 
11. 
12. 
13. 
14. 
15. 
16. 
17. 
18. 
19. 
20. 
21. 
22. 
23. 
24. 
25. 
26. 
27. 
28. 
29. 


Schabrovski  (Kath )  19-099 
Katharinenburg  18-79 
"  18-77—18-89 


18-11— 18-40 
17-74—18-35 
16-03 


Czar.  Nikolajevsk  (Miask) 
((  i(  (1 

Perrov-Pavlovski  (Kath.) 
Boruschka  (N.  Tag-iisk) 


Beresof 

Alex.  Andrejevsk  (Miask) 
Petropavlovski 
Siranovski,  Altai 
Schlangenberg,  Altai 
Malacca 
Siam,  Pachim 


15-627 

17-  72 

18-  66 
17-74 

17-06 

17-54 
17-11 
14-55 


30.  Africa,  Senegal 

31.  " 

32.  " 

33.  " 

34.  Brazil 

35.  Bohvia,  Ancota 

36.  "  Romanplaya 

37.  "  Gritada 

38.  Tipuani 

39.  N.  Grenada,  Bogota 

40.  "  Trinidad 

41.  "  Titiribi 


18-31 
18-672 
17-906 
16-07 


98-96 
95-81 
95-50 
94-09 
93-75 

93-  34 
92-80 
92-23 

91-  21 
79-69 
70-86 

92-  47 

89-  35 

92-  60 

94-  41 

90-  76 
87-31 

83-  85 

91-  88 

87-  40 
86-81 
60-98 
64 

90-  89 

88-  57 

94-00 
86-97 
86-80 

84-  50 

94-00 
94-73 
94-19 

93-  51 

91-  96 

92-  00 
82-40 
74-00 


Ag 
6-17 

14-  68 
35-48 
38-74 

0-16 

3-  58 

4-  00 

5-  55 

6-  01 

6-  28 

7-  0-2 

6-  17 

8-  03 
19-47 
28-30 

7-  27 
10-65 

7-  08 

5-  23 

9-  02 
12-12 

16-  15 

8-  03 

12-  07 

13-  19 
38-38 
36 

8-98 

6-  45 

5-85 

10-  53 

11-  80 

15-  30 

5-85 
5-23 

5-  81 

6-  49 

7-  47 

8-  00 

17-  60 
26-00 


Fe 
0-78 
0-13 


Cu 

 =  99.27  Mallet. 

0  04=  99-65  Rose. 

 =  100  Bouss. 

 =  99.32  Rose 


 =99.12  Rose. 

ro.61]  =  100  Avd. 
'0-50]  =  100  Avd. 
ro-36]  =  100  Avd. 
°0-24]  =  100  Avd. 
0-32       0-06=  99-94  Rose. 

0-08   =  99-90  Rose. 

1-60]  =  100  Avd. 
'0-76]  =  100  Avd. 
0-84]  =  100  Avd. 
0-84]       =  100  Avd. 

 =  99-74  Rose. 

   =  100  Rose. 

0-06       0-02=  99-76  Rose. 
0-04       0-39=  100  Rose. 

   =  99-78  Rose. 

  0-08=  99-51  Rose. 

   =  100  Rose. 

  0-09=  100  Rose. 

  0-09=  99-56  Rose. 

[0-30]       =  100  Rose. 

  0-33=  99-69  Rose. 

 =  100  Klaproth. 

tr.  tr.  =  99.87  Terrell. 

tr.        1-42     Si  3-33  =  97-77  Terreil 

    Pt  0-1 5  =  100  Levol. 

und.  vmd.—  97*50  Darcet. 

  0-90=  99-50  Levol. 

  0-20=  100  Levol. 

   =  99-85  Darcet. 

0-04   =  100  Forbes. 

   =  100  Forbes. 

   =  100  Forbes. 

tr.  —  gangue  0-57  =  1 00  Forbes. 

   =  100  Bouss. 

   =  100  Bouss. 

 .   =  100  Bouss. 


GOLD. 


5 


Sp.  gr. 

Au 

Ag 

Fe 

Cu 

42.  N.  Grenada,  Titiribi 

73-40 

26-60 



 =  100  Bouss. 

48. 

Guamo 

73-68 

26-32 



 =  100  Bouss. 

44. 

Marmato 

12-666 

73-45 

26-48 



 =  99  93  Bouss. 

45. 

Santa  Rosa 

14-15 

64-93 

35-07 



  100  Bouss. 

46. 

El  Llano 

88-54 

11-42 



 =  99-96  Bouss. 

47. 

Malpaso 

14-70 

88-24 

11-76 



 =  100  Bouss. 

48.  " 

Baia 

88-15 

11-85 



 =  100  Bouss. 

49. 

Eio  Lucio 

14-69 

87-94 

12-06 



 =  100  Bouss. 

50. 

Ojas  Anchas 

84-50 

15*50 

 —  lUU  rSOUSS. 

51. 

El  Llano 

82-10 

■         —  iUU  JjOUSS. 

52.  Peru,  Carabaya 

18-43 

97-46 

2-54 



 =  100  Forbes. 

53. 

R.  ChuquiaguUlo 

16-693 

90-86 

9-14 



  100  Forbes. 

54.  " 

Yungas 

16-63 

79-89 

20-11 



  :  100  Forbes. 

55. 

16-54 

78-69 

21-31 



 =  100  Forbes. 

56.      Scotia,  Tangier 

18-95 

98-13 

1-76 

tr. 

0-05=  99-94  Marsh. 

57. 

Lunenburg 

18-37 

92-04 

7-76 

tr. 

0-11=  99-91  Marsh. 

58.  California 

96-42 

3-58 



 =  100  Thomas. 

59. 

93-53 

6-47 



 =  100  Thomas. 

60. 

92-70 

6-90 



0-40=  100  Levol. 

61.  " 

16-33 

92-00 

7-00 



 =  99  Teschemacher. 

62.  " 

89-61 

10-05 

und. 

und.  —  99-66  Hofmann. 

63.  " 

15-96 

90-01 

9-01 

0-86 

=  99-88  Henry. 

64. 

(17-48  fused)  14-60 

90-70 

8-80 

0-38 

 =  99-88  Rivot. 

65.  " 

17-40 

90-96 

9-04 



 =  100  Oswald. 

66. 

15-63 

—16-43 

86-57 

12-33 

0-54 

0-29=  99-73  Henry. 

67.  " 

75-86 

20-67 



—  quartz  2-44=98-97  Pietzsch. 

68.  Canada,  Chaudi^re 

16-57 

89-24 

10-76 



 =  100  Hunt. 

69.  " 

17-60 

87-77 

12-23 



 =  100  Hunt 

70.  *' 

a 

86-73 

13-27 



 =  100  Hunt. 

71.  Australia 

99-28 

0-44 

0-20 

0-07  Bi  0-01  =100  Northoote. 

72. 

95-48 

3-59 



—  quartz  0-10  =  99-17  Keri. 

73. 

Bathurst 

95-68 

3-92 

0-16 

 =  99-76  Henry. 

74.  " 

Araluen 

94-92 

5-08 



 =  100  Ward 

75.  " 

Adelong 

94-64 

5-31 

0-05 

=  100  " 

76. 

93-67 

6-23 

1-10 

=  100  " 

77.  " 

a 

93-17 

6-56 

0-27 

=  100  " 

78.  " 

Araluen 

91-52 

8-4S 



 =  100  " 

79. 

89-59 

10-51 



 =  100  » 

80. 

Mitta  Mitta 

89-57 

10-43 



 —  100  " 

81.  " 

Omeo 

85-23 

14-77 



 =  100  " 

82.  Tasmania,  Giandara 

92-77 

7-23 



 =  100  " 

83.  " 

(( 

92-58 

7-34 

0-08 

=  loo  " 

84.  " 

u 

93-35 

6-56 

0-09 

=  100  " 

85.  " 

(1 

92-47 

7-31 

0-22 

=  100  " 

86.  " 

(1 

92-62 

7-27 

0-11 

=  100  " 

87.  " 

Bl'k  Boy  Flat 

94-76 

5-04 

 =  99-80  " 

88.  " 

94-95 

4-66 

0-08 

tr.  =  99-69  " 

89.  »' 

Nook,  Fingal 

92-55 

7-10 

0-17 

tr.  =  99-82  " 

90.  " 

Fingal 

90  89 

8-02 

tr.  Sn,  Pb,  Co  I'O  Ward. 

The  average  proportion  of  gold  in  the  native  gold  of  CaUfornia,  as  derived  from  assays  of  seve- 
ral hundred  mihions  of  dollars  worth,  is  880  thousandths ;  wdiile  the  range  is  mostly  between 
870  and  890  (Prof.  J.  C.  Booth,  of  U.  6.  Mint,  in  a  letter  to  the  author,  of  May.  1867).  The  range 
iu  the  metal  of  Australia  is  mostly  between  9'iO  and  y60,  with  an  average  of  9-i.o. 

The  gold  of  the  Chaudiere,  Canada,  contains  usually  10  to  15  p.  c.  of  silver  ;  while  that  of  Nova 
Scotia  is  very  nearly  pure. 

The  Chilian  gold  afforded  Domeyko  84  to  96  per  cent,  of  gold  and  15  to  3  per  cent,  of  silver 
(Ann.  d.  Mines  IV.  vi.). 

Forpezite  afforded  Berzelius  (Jahresb.  1835)  Gold  85-98,  palladium  9*85,  silver  4-17. 

A  mass  elecirum,  weighing  25  lbs.,  from  Yorospatak,  consisting  of  large  crystals  {\-\  in.),  con- 
tained 25  p.  c.  of  silver  (Dingl.  Polyt.  J.,  clxvi.  396). 

Pyrognostic  and  other  Chemical  Characters.  —  B.B.  fuses  easily.  Not  acted  on  by 
fluxes.    Insoluble  in  any  single  acid ;  soluble  in  nitro-muriatic  acid  (aqua-regia). 
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Observations. — Native  gold  is  found,  when  in  situ,  with  comparatively  small  exceptions,  in 
the  quartz  veins  that  intersect  metamorphic  rocks,  and  to  some  extent  in  the  wall  rock  of  these 
veins.  The  metamorphic  rocks  thus  intersected  are  mostly  chloritic,  talcose,  and  argillaceous 
schist  of  duU  green,  dark  gray,  and  other  colors ;  also,  much  less  commonly,  mica  and  hornblendic 
schist,  gneiss,  diorite,  porphyry;  and  still  more  rarely,  granite.  A  laminated  quartzite,  called 
itacolumitc,  is  common  in  many  gold  regions,  as  those  of  Brazil  and  North  Carolina,  and  some- 
times specular  schists,  or  slaty  rocks  containing  much  fohated  specular  iron  (hematite),  or  magne- 
tite in  grains. 

The  gold  occurs  in  the  quartz  in  strings,  scales,  plates,  and  in  masses  which  are  sometimes  an 
agglomeration  of  crystals;  and  the  scales  are  often  invisible  to  the  naked  eye,  massive  quartz 
that  apparently  contains  no  gold  frequently  yielding  a  considerable  percentage  to  the  assayer.  It 
is  always  very  irregularly  distributed,  and  never  in  continuous  pure  bands  of  metal,  hke  many 
metallic  ores.  It  occurs  both  disseminated  through  the  mass  of  the  quartz,  and  in  its  cavities. 
The  larger  masses  and  the  finer  crystahizations  are  mainly  in  the  latter ;  and  Prof  Wurtz  has 
suggested  that  these  have  been  formed  by  a  slow  aggregation  and  crystallization  carried  on 
through  the  solvent  power,  as  regards  gold,  of  persulphate  of  iron— this  salt  of  iron  being  derived 
from  the  decomposition  of  the  pyrite  present  in  the  quartz  veins. 

The  associated  minerals  are :  pyrite,  which  far  exceeds  in  quantity  aU  others,  and  is  generally 
auriferous;  next,  chalcopyrite,  galena,  blende,  mispickel,  each  frequently  auriferous  ;  often  tetrady- 
mite  and  other  tellurium  ores,  native  bismuth,  stibnite,  magnetite,  hematite ;  sometimes  barytes, 
apatite,  fluor,  siderite,  chrysocolla. 

The  quartz  at  the  surface,  or  in  the  upper  part  of  a  vein,  is  usually  cellular  and  rusted  from  the 
more  or  less  complete  disappearance  of  the  pyrite  and  other  sulphids  by  decomposition ;  but 
below,  it  is  commonly  solid.  The  enclosing  schists  are  sometimes  soft  and  easily  removed  in 
mining.  In  other  cases,  they  are  excessively  tough,  and  the  quartz,  being  a  brittle  mineral,  yields 
the  most  easily  to  the  drill. 

The  gold  of  the  world  has  been  mostly  gathered,  not  directly  from  the  quartz  veins,  but  from 
the  gravel  or  sands  of  rivers  or  vaheys  in  auriferous  regions,  or  the  slopes  of  mountains  or  hiUs, 
whose  rocks  contain  in  some  part,  and  generally  not  far  distant,  auriferous  veins;  and  such 
mines  are  often  caUed  alluvial  iv askings ;  in  CsLli^orma.  placej^-diggirigs.  Pliny  speaks  of  the  "bring- 
iag  of  rivers  from  the  mountains,  in  many  instances  for  a  hundred  miles,  for  the  purpose  of 
washing  the  debris,"  and  tliis  method  of  hydraulic  mining  is  now  carried  on  in  California  on  a 
stupendous  scale.  (See  Silliman,  in  Am.  J.  Sci.,  II.  xl.  10.)  The  auriferous  gravel  and  earth 
have  be€n  derived  from  the  disintegration  or  wearing  down  of  auriferous  rocks.  The  aurifer- 
ous gravel  beds  in  California  are  of  vast  extent;  those  of  the  Yuba,  an  affluent  of  Feather 
River,  varying  from  Soto  250  feet  in  depth,  and  averaging  probably  120  feet.  Most  of  the  gold 
of  the  Urals,  Brazil,  Australia,  and  all  other  gold  regions,  has  come  from  such  aUuvial  washings. 

The  aUuvial  gold  is  usually  in  flattened  scales  of  different  degrees  of  fineness,  the  size  depend- 
ing partly  on  the  original  condition  in  the  quartz  veins,  and  partly  on  the  distance  to  which  it 
has  been  transported.  Transportation  by  running  water  is  an  assorting  process ;  the  coarser 
particles  or  largest  pieces  requiring  rapid  currents  to  transport  them,  and  dropping  first,  and  the 
finer  being  carried  far  away — sometimes  scores  of  miles.  A  cavity  in  the  rocky  slopes  or  bot- 
tom of  a  vaUey,  or  a  place  where  the  waters  may  have  eddied,  generally  proves  in  such  a  region 
to  be  a  pocket  full  of  gold. 

In  the  auriferous  sands,  crystals  of  zircon  are  very  common  ;  also  garnet  and  kyanite  in  grains ; 
often  also  monazite,  diamonds,  topaz,  corundum,  iridosmine,  platinum.  The  zircons  are  sometimes 
mistaken  for  diamonds. 

Gold  is  widely  distributed  over  the  globe,  and  occurs  in  rocks  of  various  ages,  from  the  Azoio 
to  the  Cretaceous  or  Tertiary.  The  schists  that  contain  the  auriferous  veins  were  once  sediment- 
ary beds  of  clay,  sand,  or  mud,  derived  from  the  wear  of  preexisting  rocks.  Through  some  pro- 
cess, iu  which  heat  was  concerned,  the  latter  were  metamorphosed  into  the  hard  crystaUine 
schists,  and  at  the  same  time  upturned  and  broken,  and  often  opeued  between  the  layers :  and 
then,  all  the  fissures  (cutting  across  the  layers)  and  the  openings  (made  between  the  layers,  and 
therefore  conforming  with  the  lamination)  became  filled  with  the  quartz  veins  containing  gold. 
The  quartz  was  brought  into  the  intersecting  fissures,  and  the  interlaminated  open  spaces,  from 
the  rocks  either  side  by  means  of  the  permeating  heated  waters  (such  heated  waters,  at  a  temper- 
ature much  above  that  of  boihng  water,  having  great  decomposing  and  solvent  power,  and  car- 
rying into  cavities  whatever  they  can  gather  up  from  the  rocks).  Thus,  the  gold  of  the  veins  was 
derived  from  the  rocks  adjoining  the  openings,  either  directly  adjoining,  or  above,  or  below  it ; 
and  it  must  therefore  have  been  widely  distributed  through  these  rocks  before  they  were  crystal- 
lized and  the  veins  were  made,  although  in  so  infinitesimal  a  quantity  in  a  cubic  foot,  that  the 
beds,  without  the  metamorphism  and  the  vein-making,  would  have  been  worthless  minings 
ground. 

As  schists  with  auriferous  quartz  veins  were  made  in  Azoic  time,  so  were  they  also  in  Paleo- 
zoic, especially  at  the  great  mountain-making  epoch  which  closed  the  Paleozoic  era ;  also  later,  in 
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the  Jurassic  period,  as  in  the  Sierra  Nevada ;  and  still  later  in  the  Cretaceons  and  Tertiary  peri 
ods,  as  in  the  Coast  Mountains  of  California,  But  whatever  the  age  of  the  schists  and  veins,  the 
original  source  of  all  the  Paleozoic  and  later  gold  deposits  must  be  the  azoic  or  original  rocks  of 
the  globe,  as  they  are  the  great  source  of  the  material  shales  and  sandstones  of  all  subsequent 
ages,  excepting  such  as  may  have  been  derived  from  aqueous  solution  or  chemical  deposition. 
Auriferous  quartz  veins  are  in  no  case  igneous  veins — that  is,  veins  filled  by  injection  of  melted 
matter  from  below. 

Gold  exists  more  or  less  abundantly  over  all  the  continents  in  most  of  the  regions  of  crystalline 
rock:;,  especially  those  of  the  semi-crystalline  schists;  and  also  in  some  of  the  large  islands  of  the 
world  where  such  rocks  exist.  In  Europe,  it  is  most  abundant  in  Hungary  at  Konigsberg, 
Schemnitz,  and  Felsobanya.  and  in  Transylvania  at  Kapaik,  Yorospatak,  and  Offenbanya;  it 
occurs  also  in  the  sands  of  the  Rhine,  the  Reuss,  the  Aar,  the  Rhone,  and  the  Danube:  on  the 
southern  slope  of  the  Pennine  Alps  from  the  Simplon  and  Monte  Rosa  to  the  valley  of  Aosta  ;  in 
Piedmont;  in  Spain,  formerly  worked  in  Asturias;  in  many  of  the  streams  of  Cornwall;  near 
Dolgelly  and  other  parts  of  Xorth  "^"ales ;  in  Scotland,  in  considerable  amount,  near  Leadhills,  and  in 
Glen  Colch  and  other  parts  of  Perthshire;  in  the  county  of  Wicklow,  Ireland;  in  Sweden,  at 
EJelfora. 

At  the  Transylvania  mines  of  Yorospatak,  where  one  piece  of  22  ozs,  was  found,  the  gold  is 
obtained  by  mining,  and  the  mines  have  been  worked  since  the  time  of  the  Romans.  The  Rhine 
has  been  most  productive  between  Basle  and  Manheim ;  the  sands,  where  richest,  contain  only 
about  56  parts  of  gold  in  a  hundred  millions  ;  yet  sands  containing  less  than  half  this  proportion 
are  worked.  The  whole  amount  of  gold  in  the  auriferous  sands  of  the  Rhine  has  been  estimated 
at  3^0,000,000 ;  but  it  is  mostly  covered  by  soil  under  cultivation. 

In  Asia,  gold  occurs  along  the  eastern  flanks  of  the  Urals  for  500  miles,  and  is  especially  abun- 
dant at  the  Beresov  mines  near  Katharine nburg  (lat.  56'  40'  N.);  also  obtained  at  Petropavlov- 
ski  (60'  X.);  Xischne  Tagilsk  (59'  X.);  Miask,  near  Slatoust  and  Mt.  Ilmen  (55'  N.,  where  the 
largest  Russian  nugget  was  found),  etc.  Katharinenburg  is  the  capital  of  the  mining  district. 
The  Urals  were  within  the  territory  of  the  ancient  Scythians ;  and  the  vessels  of  gold  reputed, 
according  to  Herodotus,  to  have  fallen  from  the  skies,  were  probably  made  from  Uralian  nuggets. 
But  the  mines  were  not  opened  until  1819;  soon  after  this  they  became  the  most  productive  in 
the  world,  and  remained  so  until  the  discoveries  in  California.  They  are  principally  alluvial 
washings,  ancf  these  washings  seldom  yield  less  than  65  grains  of  gold  for  4,000  lbs.  of  soil,  and 
rarely  more  than  120  grains.  At  Beresov,  there  are  workings  in  the  parent  rock.  Siberian 
mines  less  extensive  occur  m  the  lessar  Altai,  in  the  Kolyvan  mining  region  (about  1,500  miles 
cast  of  Katharinenburg,  near  long.  100^  E.,  between  the  Obi  and  Irtisch,  and  1,500  miles  west  of 
the  other  great  Siberian  mhiing  region,  that  of  Xertschinsk,  which  is  between  135'  and  140'  E., 
e..s:  of  L.  Baikal);  among  the  localities  are  Schlangenberg  and  Siranovski,  noted  for  affording  the 
electrum  (anal.  26,  27).  Asiatic  mines  occur  also  in  the  Cailas  Mountains,  in  Little  Thibet,  Cey- 
lo.i,  and  Malacca,  China,  Corea,  Japan,  Formosa,  Sumatra,  Java,  Borneo,  the  Philippines,  and 
other  East  India  Islands. 

In  Africa,  gold  occurs  at  Kordofau,  between  Darfour  and  Abyssinia ;  also,  south  of  the  Sahara 
in  "Western  Africa,  from  the  Senegal  to  Cape  Palmas  ;  in  the  interior,  on  the  Somat,  a  day's  jour- 
ney from  Cass c'n ;  along  the  coast  opposite  Madagascar,  between  22'  and  35'  S.,  supposed  by 
some  to  have  been  the  Opliir  of  the  time  of  Solomon. 

In  South  America,  gold  is  found  in  Brazil  (where  formerly  the  larger  part  of  the  annual  pro- 
duce of  the  world  was  obtained)  along  the  chain  of  mountains  lying  nearly  parallel  with  the  coast, 
especially  near  Yilla  Rica,  and  in  the  province  of  Minas  Geraes;  m  Xew  Grenada,  at  Antioquia, 
Choco,  and  Giron ;  Chili ;  in  Bolivia,  especially  in  the  valley  of  the  Rio  de  Tipuani.  east  of 
Sorata:  sparingly  in  Peru.  Also  in  Central  America,  in  Honduras,  San  Salvador,  Guatemala, 
Costa  Rica,  and  near  Panama ;  most  abundant  in  Honduras,  especially  along  the  rivers  Gu\'ape 
and  Jalau,  in  Olancho,  while  found  also  in  the  department  of  Yoro,  and  in  Southern 
Honduras. 

In  Xorth  America,  there  are  numberless  mines  along  the  mountains  of  Western  America,  and 
others  along  the  eastern  range  of  the  Appalachians  from  Alabama  and  Georgia  to  Labrador,  be- 
sides some  indications  of  gold  in  portions  of  the  intermediate  Azoic  region  about  Lake  Superior. 
They  occur  at  many  points  along  the  higiier  regions  of  the  Rocky  Mountains,  in  Mexico,  in  Xew 
Mexico,  near  Santa  Fe.  Cerillos,  Avo,  etc. ;  in  Arizona,  in  the  San  Francisco,  TTauba,  Yuma,  and 
other  districts ;  in  Colorado,  abundant,  but  the  gold  largely  in  auriferous  pyrites ;  in  Utah  and 
Idaho.  Also  along  ranges  between  the  summit  and  the  Sierra  Xevada,  in  the  Humboldt  region 
and  elsewhere.  Also  in  the  Sierra  Xevada,  mostly  on  its  western  slope  (the  mines  of  the  eastern 
being  principally  silver  mines).  The  auriferous  belt  may  be  said  to  begin  in  the  CaUfornian  penin- 
sula. Xear  the  Tejon  pass  it  enters  California,  and  beyond  for  180  nii'es  it  is  sparingly  aurifer- 
ous, the  slate  rocks  being  of  small  breadth ;  but  beyond  this,  northward,  the  slates  increase  in 
extent,  and  the  mines  in  number  and  productiveness,  and  they  continue  thus  for  200  miles  or 
more.    Gold  occurs  also  in  the  Coast  ranges  in  many  localities,  but  mostly  in  too  small  quantities 
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to  be  profitably  worked.  The  regions  to  the  north  in  Oreg-ou  and  Washington  Territory,  and  the 
British  Possessions  farther  north,  are  at  many  points  auriferous,  and  productively  so,  though  to 
'1  less  extent  than  California. 

The  mines  of  California  were  first  made  knoAvu  in  1849.  They  were  for  some  years  solely 
alluvial  washings,  but  since  1852  quartz  mining  has  been  on  the  increase.  The  quartz  veins  are 
often  of  great  size.  Some  in  the  "Mariposa  estate"  average  12  feet,  and  in  places  expand  to  40 
feet  in  breadth.  North  of  ^lariposa  county,  the  auriferous  gravel,  which  has  everywhere  been  a 
principal  source  of  the  gold  thus  far  ob'taiued,  is  very  extensive.  The  thick  deposits,  often  semi- 
indurated,  are  now  washed  down  by  vast  streams  of  water  thrown  by  the  pressure  of  a  column 
of  water  of  150  feet,  that  do  the  work  of  running  off  the  earth  and  gravel,  and  gathering  the  gold 
in  an  incredibly  short  time.  Much  of  the  auriferous  gravel  formation  is  under  a  covering  of  vol- 
canic rock,  either  tufa  or  lavas,  which  has  to  be  underworked,  in  one  way  or  another,  to  get  out 
the  gold,  making  what  is  caUed  table-mountain  mining :  the  flat  tops  of  hard  volcanic  material 
giving  a  table-Uke  look  to  the  heights.  (See  J.  D.  Whitney's  Geol.  California;  review  of  same  in 
Am.  J.  Sci.,  II.  xli.  231,  351,  and  B.  Silliman,  ib.,  xl  1.) 

In  eastern  North  America,  the  mines  of  the  Southern  United  States  produced  before  the  Cali- 
fornia discoveries  about  a  million  of  dollars  a  year.  They  are  mostly  confined  to  the  States  of 
Virginia,  North  and  South  Carolina,  and  Georgia,  or  along  a  fine  from  the  Rappahannock  to  the 
Coosa  in  Alabama.  But  the  region  may  be  said  to  extend  north  to  Canada ;  for  gold  has  been 
found  at  Albion  and  Madrid  in  M  aine  ;  Canaan  and  Lisbon,  N.  H. ;  Bridgewater,  Vermont ;  Ded- 
ham,  Mass.  Traces  occur  also  in  Franconia  township,  Montgomery  Co.,  Pennsylvania.  In  Vir- 
ginia^ the  principal  deposits  are  in  Spotsylvania  county,  on  the  Rappahannock,  at  the  United 
States  mines,  and  at  other  places  to  the  southwest ;  in  Stafford  county,  at  the  Rappahannock 
gold  mines,  ten  miles  from  Falmouth,  in  the  Culpepper  county,  at  Culpepper  mines,  on  Rapidan 
river ;  in  Orange  county,  at  the  Orauge  Grove  gold  mine,  and  at  the  Greenwood  gold  mines ;  in 
Goocliland  county,  at  Moss  and  Busby's  mines ;  in  Louisa  county,  at  Walton's  gold  mine ;  in 
Buckingham  county,  at  Eldridge's  mine.  In  Kortli  Carolina,  the  gold  region  is  mostly  confined 
to  the  counties  of  Montgomery,  Cabarrus,  Mecklenburg,  and  Lincoln.  The  mines  of  Mecklenburg 
are  principally  vein  deposits  ;  those  of  Burke,  Lincoln,  McDowell,  and  Rutherford,  are  mostly  in 
alluvial  soil;  the  Davidson  county  silver  mine  has  afforded  gold.  In  Georgia^  the  Shelton  gold 
mines  in  Habersham  county  have  long  been  famous ;  and  many  other  places  have  been  opened  in 
Rabun  and  HaU  counties,  Lumpkin  county,  at  Dahlonega,  etc. ;  and  the  Cherokee  country.  In 
South  Carolina^  the  principal  gold  regions  are  the  Fairforest  in  Union  district,  and  the  Lynch's 
creek  and  Catawba  regions,  chiefly  in  Lancaster  and  Chesterfield  districts;  also  in  Pickens 
county,  adjoining  Georgia.    There  is  gold  also  in  eastern  Tennessee. 

In  Canada,  gold  occurs  to  the  south  of  the  St.  Lawrence,  in  the  soil  on  the  Cliaudiere  (where 
first  found  in  1835),  and  over  a  considerable  region  beyond,  having  been  derived  probably  from 
the  crystalline  schists  of  the  Notre  Dame  range  (T.  S.  Hunt),  which  is  properly  a  continuation  of 
the  mountains  of  New  England  and  the  Appalachians  to  the  southwest.  In  Nova  Scotia,  mines 
are  worked  near  Halifax  and  elsewhere. 

In  Austraha,  which  is  fully  equal  to  California  in  productiveness,  and  much  superior  in  the 
purity  of  the  metal,  the  principal  gold  mines  occur  along  the  streams  in  the  mountains  of  N.  S. 
AYales  (S.  E.  Australia),  and  along  the  continuation  of  the  same  range  in  Victoria  (S.  Australia). 
It  was  discovered  in  N.  S.  Wales,  near  Bathurst,  in  the  spring  of  1851  ;  and  in  August  of  the 
same  year,  the  far  richer  deposits  of  Victoria  became  known.  Some  gold  has  also  been  obtained 
in  Queensland,  N.  Australia,  in  the  vicinity  of  Moreton  bay.  Prof  Booth  states  (in  a  letter  to 
the  author)  that  one  lot  of  Australian  gold  worth  about  $4,000,  submitted  to  him  in  1853,  consist- 
ed of  grains  from  the  size  of  a  very  large  pea  to  small  sand,  all  of  which  were  more  or  less  per- 
fect dodecahedrons.  Gold  also  occurs  in  Tasmania  (Van  Diemen's  Land).  In  New  Zealand,  it 
has  been  found  at  Cororaandel  harbor,  near  Auckland,  on  the  Northern  island,  and  on  the  Middle 
island  near  Cook's  Straits.    Found  also  in  New  Caledonia. 

Masses  of  gold  of  considerable  size  have  been  found  in  North  Carolina.  The  largest  was  dis- 
covered in  Cabarrus  Co.;  it  weighed  twenty-eight  pounds  avoirdupois  ("steel-yard  weight," 
equals  37  lbs.  troy),  and  was  8  or  9  inches  long  by  4  or  5  broad,  and  about  an  inch  thick.  The 
largest  mass  yet  reported  from  Cahfornia  weighed  20  pounds.  A  mass  consisting  of  a  congeries 
of  crystals,  and  weighing  201  ozs.  (value  $4,000)  was  found  in  18G5,  in  California,  7  miles  from 
Georgetown,  in  El  Dorado  county.  In  Paraguay,  pieces  from  1  to  50  pounds  weight  were  taken 
from  a  mass  of  rock  which  feU  from  one  of  the  highest  mountains.  Several  specimens  weighing 
16  pounds  have  been  found  in  the  Ural,  and  one  of  27  pounds  ;  and  near  Miask,  in  the  valley  of 
Taschku  Targanka,  in  1842,  a  mass  was  detached  weighing  96  pounds  troy.  This  mass  is  now 
in  the  Museum  of  Mining  Engineers  at  St.  Petersburg.  A  mass  found  recently  in  Australia, 
called  the  "  Blanch  Barkley  Nugget  "  had  the  enormous  weight  of  146  lbs.,  and  only  6  ozs.  of  it 
were  gangue ;  and  one  still  larger,  from  Ballarat,  weighed  184  lbs.  8  ozs.,  and  yielded  £8,376 
10s.  6d  sterling  of  gold. 

The  yield  of  gold  mines  has  very  much  increased  in  amount  smce  the  discovery  of  the  mines 
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of  California.  The  mines  of  South  America  and  Mexico  were  estimated  by  Humboldt,  over  GO 
years  since,  to  yield  annually  $11,500,000,  which  much  exceeds  the  present  proceeds.  Brazil  has 
furnished  about  17,500  pounds  troy  per  year.  It  is  estimated  that,  between  1790  and  1830, 
Mexico  produced  $;n, 250,000  in  gold,  Chih  813,450,000,  and  Buenos  Ayres  $19,500,000,  making 
an  average  annual  yield  of  $16,050,000.  The  Russian  mines  in  1 846  produced  about  816,500,000 : 
and  in  1851,  $15,000,000.  The  yield  of  California  in  1849,  the  first  year  after  the  dis- 
covery of  the  gold,  was  $5,000,000.  It  rapidly  increased  from  that  year  until  1853,  when  it 
was  nearly  $60,000,000.  Since  then  it  has  diminished,  and  in  1866  the  amount  was  but 
$27,000,000.  Montana,  Colorado,  Idaho,  and  Nevada,  raise  the  total  from  the  United  States  for  the 
year  1860  to  $86,000,000,  with  $20,000,000  besides  of  silver.  Australia  produced  800,000,000 
for  a  number  of  years;  but  for  1863,  1864,  1865,  the  average  was  not  above  $30,000,000,  one- 
fourth  to  one-third  of  which  came  from  the  auriferous  quartz. 

The  gold  is  obtained  from  the  auriferous  quartz  by  pulverizing,  and  then  treating  the  finely- 
powdered  quartz  with  mercury,  a  method  well  known  to  the  ancients.  This  metal  dissolves  out 
the  gold,  producing  an  amalgam  which,  by  straining  and  distillation,  yields  the  gold.  The  auri- 
ferous pyrite  is  first  powdered,  and  then  roasted  in  an  oven  of  peculiar  construction  until  the 
sulphur  is  driven  off.  The  residue,  according  to  one  process,  pronounced  the  best,  is  treated 
with  chlorine  gas,  and  the  metals  thus  converted  into  clilorids,  of  which  the  chlorid  of  gold  is 
soluble.  This  is  removed  and  then  treated  with  protosulphate  of  iron,  when  the  gold  is  deposited. 
According  to  another  process,  tlie  residue  is  fused  with  litharge,  and  the  gold  is  thus  combined 
with  lead,  and  afterward  obtained  from  the  lead  by  cupellation.  By  a  third  process,  the  aurifer- 
ous pyrite,  especially  when  cupriferous,  is  concentrated  into  a  copper  matt  by  partial  roasting  and 
fusion ;  the  matt  is  then  roasted,  and  the  oxyd  of  copper  taken  up  by  dilute  sulphuric  acid,  leav- 
ing the  gold  and  silver  in  the  residue. 

2.  SILV£jR.    Jjuna,  Alchem.    Gediegen  Silber  (?er??2.    Argent  natif  jpr. 

Isometric.  Observed  planes  0,1,  I,  iA,  3-3.  Figs.  1,  2,  6,  7, 15,  IT. 
Cleavage  none.  Twins  :  composition  face  octahedral,  like  f.  50  ;  but  occur- 
ring also  in  tlie  trapezoliedron  3-3,  and  other  forms.  Commonly  coarse  or 
fine  filiform,  reticulated,  arborescent ;  in  the  latter,  the  branches  pass  off 
either  (1)  at  right  angles,  and  are  crystals  (usually  octahedrons)  elongated 
in  the  direction  of  a  cubic  axis,  or  else  a  succession  of  partly  overlapping 
crystals ;  or  (2)  at  angles  of  60°,  they  being  elongated  in  the  direction  of  a 
dodecahedral  axis.  Crystals  generally  obliquely  prolonged  or  shortened, 
and  thus  greatly  distorted.  Also  massive,  and  in  plates  or  superficial 
coatings. 

H.  =  2-5 — 3.  G.  =  10*l — 11-1,  when  pure  10'5.  Lustre  metallic.  Color 
and  streak  silver-white ;  subject  to  tarnish,  by  which  the  color  becomes 
grayish-black.  Ductile. 

Comp.,  Var. — Silver,  with  some  copper,  gold,  and  sometimes  platinum,  antimony,  bismuth, 
mercury. 

Var.  1.  Ordinary,    (a)  crystallized ;  (6)  filiform,  arborescent;  (c)  massive. 

2.  Aur  if  irons ;  Kiisieliie.  (Giild;sc]i-Silber  Ilausm.,  Handb.  104,  1813.  Kiistelit  BreHh.,  B. 
H.  Ztg.,  XXV.  169,  1866.)  Contains  10  to  30  p.  c.  of  silver;  color  white  to  pale  brass-yellow. 
There  is  a  gradual  passage  to  argentiferous  gold  (see  Gold). 

The  name  Kustelite  was  given  to  an  ore  from  Nevada,  having  the  follo^ving  characters:  F.  =  2  — 
2^;  G.  =  ir32  — 13-10  ;  color  silver- white,  somewhat  darker  than  native  silver  on  afresh  surface; 
Richter  found  in  it  silver,  lead,  and  gold,  the  first  much  predominating.  From  the  lode  of  the 
Ophir  mine,  Xevada,  in  bean-shaped  grains. 

3.  Cupriferous.    Contains  sometimes  10  p.  c  of  copper. 

4.  Antinionial.  John  found  in  silver  from  Johanugeorgenstadt  (Chem.  Unt.,  i.  285)  1  p.  c.  anti- 
mony, and  traces  of  copper  and  arsenic.    (Sae  further  under  Discrasite.) 

The  Kougsberg  native  silver  contains  0-4n  p.  c.  of  mercury  (D.  Forbes),  and  the  presence  of  this 
metal,  Sasmann  suj^gests,  may  account  for  its  fine  crystallization. 

Fordyce  (Phil.  Trans.,  1776,  523)  found  in  silver  from  Kougsberg,  Norway,  silver  72,  gold  28. 
Berthier  (Ajin.  d.  M.,  xi.  72)  obtained  10  p.  c.  of  copper  from  silver  from  Curcy,  France. 

Pyr.,  etc. — B.B.  on  charcoal  fuses  easily  to  a  silver-white  globule,  which  in  O.F.  gives  a  faint 
dark  red  coating  of  oxyd ;  crystallizes  on  cooling.  Soluble  in  nitric  acid,  and  deposited  again  by 
a  plate  of  copper. 
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Obs.— Native  silver  occurs  in  masses,  or  in  arborescences  and  filiform  shapes,  in  veins  traversing 
gneiss,  schist,  porphyry,  and  other  rocks.  Also  occurs  disseminated,  but  usually  invisibly,  in 
native  copper,  galena,  chalcocite,  etc. 

The  mines  of  Kougsberg  in  Xorway.  have  afforded  magnificent  specimens  of  native  silver.  One 
among  the  splendid  suite  from  this  locality  in  the  Royal  collection  at  Copenhagen,  weighs  up- 
wards of  5  cwt.,  and  recently  two  masses  have  been  obtained  weighing  severally  238  and  436 
2):)un<1s.  The  principal  Saxon  locahties  are  at  Freiberg,  Schneeberg,  and  Johanngeorgeustadt ; 
tlie  Bohemian,  at  Przibram,  and  Joachimsthal.  A  mass  weighing  60  lbs.  from  tlie  Himmelsfurst 
mine  near  Freiburg  had  G.  =  10"S40.  It  also  occurs  in  small  quantities  with  other  ores,  at  An- 
dreasberg,  in  the  hiartz;  in  Suabia;  Hungary;  at  AJlemont  in  Dauphiny;  in  the  Ural  near 
Beresof;  in  the  Altai,  at  Zmeoff;  and  in  some  of  the  Cornish  mines. 

Mexico  and  Peru  have  been  the  most  productive  countries  in  silver.  In  Mexico,  it  has  been 
obtained  mostly  from  its  ores,  while  in  Peru  it  occurs  principally  native.  A  Mexican  specimen 
from  Batopilas  weighed  when  obtained  400  pounds ;  and  one  from  Southern  Peru  (mines  of 
lluantaya  i  weighed  over  8  cwt.  During  the  first  eighteen  years  of  the  present  century,  more 
than  8,180,000  marks  of  silver  were  affoiaed  by  the  mines  of  Guanaxuato  alone.  In  Duraugo, 
Sinaloa,  and  Souora,  in  Xorthern  Mexico,  are  noted  mines  affording  native  silver. 

In  the  United  States  it  is  disseminated  through  much  of  the  copper  of  Michigan,  occasionally 
in  spots  of  some  size,  and  sometimes  in  cubes,  skeleton  octahedrons,  etc.,  at  various  mines.  It 
has  been  observed  at  a  mine  a  mile  south  of  Sing  Sing  prison,  which  was  formerly  worked  for 
silver  ;  at  the  Bridgewater  copper  mines,  Xew  Jersey ;  in  interesting  specimens  at  King's  mine, 
Davidson  Co.,  X.  C. ;  at  Prince's  location,  Lake  Superior,  Canada  ;  rarely  in  filaments  with  bary- 
tes  at  Cheshire,  Ct.  In  Idaho,  at  the  '•  Poor  Man's  lode,"  large  masses  of  native  silver  have  been 
obtained.  In  Nevada,  in  the  Comstock  lode,  it  is  rare,  and  mostly  in  filaments  ;  at  the  Ophir 
mine  rare,  and  disseminated  or  filamentous ;  in  California,  sparingly,  in  Silver  Mountain  district, 
Alpine  Co. ;  in  the  Maris  vein,  in  Los  Angeles  Co. ;  in  the  townsliip  of  Ascot,  Canada.  The  yield 
of  the  United  States  at  the  present  time  in  silver  is  about  $20,000,000. 

Alt.— Pseudomorphs,  consisting  of  horn  silver,  red  sUver  ore,  and  argentite. 


3.  PLATINUM.  Platina  (fr.  Choco)  U:ioa,  Relac.  Hist.  Viage  Amer.  Merid.,  lib.  6,  c.  10. 
Madrid  1748.  Platina  (fr.  Carthagena)  W.  Broivarigg  (who  received  it  in  1741  from  C.  ^OcJdj, 
Phil  Trans.  1750,  584.  Platina  del  Pinto  Scheffer,  Ac.  H.  Stockh.  1752,  268.  Polyxen  Eausm., 
Handb.,  97,  1818,  20,  1847. 

Isometric.  Earely  in  cubes  or  octahedrons  (f.  1,  2).  Usually  in  grains; 
occasionally  in  irregular  lumps.    Cleavage  none. 

II. r=  4— 4-5.  G.r=:16— 19,  1T-SG2,  IT'759,  two  masses,  G.  Eose,  17-200, 
a  smaller;  17*108,  small  grains,  Breitli. ;  17'60S,  a  mass,  Breitli. ;  17*60,  large 
mass  from  Xisclme  Tagilsk,  Sokoloff.  Lustre  metallic.  Color  and  sti'eak 
wliitisli  steel-gray ;  sliiniug.  Opaque.  Ductile.  Tracture  kackly.  Occa- 
sionally magneti-polar. 

Comp. — Platinum  combined  with  iron,  iridium,  osmium,  and  other  metals.  Analyses :  1 — 3, 
Berzelius  (Ac.  H.  Stockholm  1828,  113);  4,  5,  Osann  (Pogg.,  vui.  505,  xi.  411,  xiii.  283,  xiv.  329, 
XV.  158) ;  6,  7,  Svanberg  (lustitut,  ii.  294) ;  8  M.  Bocking  (Ann.  Ch.  Pharm.,  xcvi.  243) ;  9—20,  H. 
St.  C.  Deville&  Debray  (Ann.  Ch.  Phys.  III.,  Ivi.  449);  21,  Kromayer  (Arch.  Pharm.  II.,  ex.  14, 
Jaliresb.,  1862,  707): 
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1.  Goroblago't  86-50 

8-32 

T15 

1-10 

0-45 

1-40   

1-08 

'^  =  100  Berzelius. 

2. 

X.  Tagilsk  78-94 
"  73-58 
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0-86 

0-28 

0-70 

1-96   

1-25 

"=100  Berzelius. 
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2-30   

2-;4 

''z^lOO  Berzelius. 
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1-91 
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0-26 

1-30 
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-  =  99-72  Osann. 

5. 

Ural  80-87 

10-92 

0-06 

4-44 

1-30 

2-30 

0-11  

-=1C0  Osann. 

6. 

Choco,  S.  A.  86-16 

8-03 

1-09 

2-16 

0-35 

G-40 

1-91   

0-97 

Mn  0-10  =  l'>;-l7  Sv 

7. 

Pinto  ?  84-34 

7-52 

2-52 
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1-66 

tr. 

1-56   
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"  0-:]  I  =101-23  Sv. 

8. 
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0  06 

013 

3  80   

-=98-30  Backing. 

9. 

Choco  86-20 

1-00 

7-80 

0-85 

1-40 

0-50 

0-60 

0-95  0-95 

-=,00-25  D.  k  D. 
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1-50 

7-20 

1  55 

2-50 

1-00  0-65 

1-40 



4-35  =  100-15 

D  &  D. 

11. 

76-82 

1-22 

7-43 

1-18 

1-22 

114  0-88 

7-98 



2-41  =100-28. 

12. 

Califoruia 

85-50 

0-80 

6-75 

1-05 

1-00 

0-GO  1-40 

1-10 



2-05  =  101-5. 

13. 

it 

79-85 

0-55 

4  45 

4-20 

0-65 

1-95  0-75 

4-95 

O-Oo--^ 

2-60  =  100-00. 

14. 

11 

76-50 

\-20 

6-10 

0-85 

1-95 

1-30  1-25 

7-55 

1-25'* 

1-50  Pb?  0-55 

=  100. 

15. 

Oregon 

51-45 

0-85 

4-30 

0-40 

0-65 

0-15  2-15 

37-30 

3-00  =  100-25. 

16. 

Spain 

45-70 

3  15 

6-80 

0-95 

2-65 

0-85  105 

2-85 

0-05'* 

35-95=100-00. 

17. 

Australia 

59-80 

2-40 

4  30 

2-20 

1-50 

1-50  1-10 

25-00 

0-80=' 

1 -20=100-00. 

IS. 

61-40 

1-20 

4-55 
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1-85 

1-80  1-10 

26-00 

1-20  =  100-20. 

19. 

Eussia 

77-50 

und. 

9-60 

145 

2-SO 

0-85  2-15 

2-35 

2-30^ 

1-00  =  100-00. 

20. 

76-40 

0-40 

11-70 

4-HO 

0-30 

1-40  4-10 

0-50 

1-40  =  100-50. 

21. 

Califoruia 

63-30 

0-30 

6-40 

0-70 

1-80 

0-10  4-25  [22-55] 

—  IIg-0  00  = 

lO  ")  Krom. 

*  th^  loss,  with  some  osmium. 

Var.— (1)  Svanbero-  makes  the  Platinum  of  Xos.  2.  7.  8=Fe  Pt^  Fe  Pt':  (2^  that  of  3,  4,  5= 
Fe  Pt-.    The  last  is  called Trori-Platinum  (Eisenpkdin.  Br^iJh.):  G.  =  14-6— 1 5-8.  IL  =  6. 

Pyr.,  etc. — Infusible.  Xot  aftected  by  borax  or  salt  of  phosphoru'*.  except  in  tlie  state  of  Sue 
dust,  when  reactions  for  iron  and  copper  may  he  obtained.  Soluble  only  in  liented  uitro 
muriatic  acid.  Acts  slightly  on  the  magnet ;  this  property  has  been  supposed  to  depend  on  tlie 
amoimt  of  iron  it  contains  ;  but  Kokscharof  states  that  platinum  masses  from  Xischne  Tagilsk  are 
magneti-polar,  and  attract  iron  filings  far  more  strongly  than  the  ordinary  rna.uuet. 

Obs. — Platinum  was  first  found  in  pebbles  and  small  grains,  associated  with  iridium,  osmium, 
palladium,  gold,  copper,  and  chromite.  in  the  alluvial  deposits  of  the  river  Pinto,  in  the  district 
of  Choco,  near  Popayan.  in  South  America,  where  it  received  its  name  plaiina,  from  plata,  silvtr. 
In  the  province  of  Antioquia,  in  Brazil,  it  has  been  found  in  auriferous  regions  iii  syenite  (Bous- 
singault). 

In  Russia,  where  it  was  first  discovered  in  1822,  it  occurs  at  Xischne  Tagilsk.  and  Goroblago- 
dat.  in  the  Ural,  in  alluvial  material ;  the  gravel  has  l)e?n  traced  to  a  great  extent  up  Mount  La 
Martiane,  which  consists  of  crystalline  rocks ;  in  Xischne  Tagilsk.  it  has  1  leen  found  with  chro- 
mite in  serpentine.  Formerly  used  as  coins  by  the  Russians.  Russia  atTords  aiuuially  about  800 
cwt.  of  platinum,  which  is  nearly  ten  times  the  amount  from  Brazil.  Columbia.  St.  Domingo,  and 
Borneo.    The  amount  coined  from  1826  to  1844,  equalled  two  and  a  half  millions  of  dollars. 

Platinum  is  also  found  on  Borneo,  which  furnishes  600  to  800  lbs,  annually ;  in  the  sands  of 
the  Rhine  ;  at  St.  Aray,  val  du  Drac ;  cotinty  of  Wicklow.  Ireland;  on  the  riv.n-  Joi'ky.  St.  Domin- 
go ;  according  to  report,  in  Choloteca  and  G-racias,  in  Honduras ;  in  California,  in  the  Klamath 
region,  at  Cape  Blanco,  etc.,  but  not  abundant ;  in  traces  with  gold  in  Pi,utherford  Co.,  Xorth 
Carolina ;  at  St.  Francois  Beauce,  etc.,  Canada  East. 

Although  platinum  generally  occurs  in  quite  small  grains,  masses  are  sometimes  found  of  con- 
siderable magnitude.  A  mass  weighing  1,088  grains  vras  brought  by  Humboldt  from  South  Amer- 
ica, and  deposited  in  the  Berlin  museum  ;  specific  gravity  18-94.  in  1822.  a  mass  from  Gondoto 
was  deposited  in  the  Madrid  museum,  measuring  two  inches  and  four  lines  in  diameter,  and 
weighing  11,641  grains.  A  specimen  was  found  in  the  year  1827,  in  the  Ural,  not  far  from  the 
Demidoff  mines,  which  weighed  IQ-^^  Russian  pounds,  or  11-57  pounds  troy,  and  similar  masses 
are  not  uncommon;  the  largest  yet  seen  weighed  21  pounds  troy,  and  is  in  the  Demidoff 
cabinet. 

The  metal  platinum  -was  brought  from  Choco.  S.  A.,  by  Ulloa,  a  Spanish  traveller  in  America, 
in  the  year  1735,  and  from  Carthagena.  by  Charles  AVood,  who  procured  it  in  Jamaica.  Ulloa 
speaks  of  specula  made  by  the  people  of  the  country,  of  a  pecuhar  metal,  which  Brownrigg  says 
was  "platina,"  and  the  latter  mentions  a  -'pummel  of  a  sword,"  and  other  articles  of  platinum, 
received  by  him  from  Carthagena. 

4.  PLATINmiDIUM.    Svanherg,  Jahresb.,  xv.  205,  1834. 

Isometric.     In  small  grains  with  Platinum ;  sometimes  in  cnbes  "svith 
truncated  angles,  (f.  6).    H.  =  6— T;  G.  =  22-6— 23.    Color  white. 
Comp. — Platinum  and  iridium  in  different  proportions.    Analyses  by  Svanberg  : 
Plat.       Irid.       Paliad.    Rliod.        Fe        Cu  Os 

1.  X.  TagUsk  19-64       76-80       0  89      1-73    =99-11 

2.  BrazU  55-44       27*79       0-49       6-86        4-14        3-30       trace  =98-02 
Prinsep.  in  a  specimen  from  Ava  in  India,  found  60  of  iridium  and  20  of  platinum.    If  platinuru 

and  iridium  are  isomorpbous,  it  is  probable  that  the  proportions  of  these  metals  are  indefinite. 
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Dr.  G-enth,  after  some  trials,  considers  some  grains  occurring  with  ttie  California  gold  to  be  Pla 
tiniridium.    Am.  J.  Sci.  II.,  xv.  246. 

5.  PALLADIUM.  TToKo^fow,  PhiL  Trans.  1808. 

Isometric.  In  minute  octaliedrons,  Haid.  Mostly  in  grains,  sometimea 
composed  of  diverging  fibres. 

H.=4'5— 5.  G.  =  11-3— 11-8,  Wollaston  ;  of  hammered,  12-148,  Lowry. 
Lustre  metallic.  Color  wliitish  steel-gray.  Opaque.  Ductile  and  malleable. 

Comp.— Palladium,  alloyed  with  a  little  platinum  and  iridiiun,  but  not  yet  analyzed. 

Pyr.,  etc. — The  blowpipe  reactions  of  native  palladium  are  undescribed.  As  prepared  by  DeviUe, 
it  is  the  most  fusible  of  the  platinum  metals.  Oxydizes  at  a  lower  temperature  than  silver,  but 
is  not  blackened  by  sulphurous  gases. 

Obs. — Palladium  occurs  with  platinum,  in  Brazil,  where  quite  large  masses  of  the  metal  are 
sometimes  met  with ;  also  reported  from  St.  Domingo,  and  the  UraL 

Palladium  has  been  employed  for  balances  ;  also  for  the  divided  scales  of  delicate  apparatus, 
for  which  it  is  adapted,  because  of  its  not  blaukeniug  from  sulphur  gases,  while  at  the  same  time 
it  is  nearly  as  white  as  silver. 

6.  ALLOPALLADIUM.    SelenpaUadium  Zinken,  Pogg.,  xvi.  496,  1829.    Palladium  pt. 

Hexagonal,  Zinken.  In  small  six-sided  tables.  Cleavage  :  basal  perfect. 
Lustre  bright.    Color  nearly  silver-white  to  pale  steel-gray. 

Comp. — Palladium,  under  the  hexagonal  system,  the  metal  being  dimorphous ;  the  formula 
probably  Pd^,  instead  of  Pd. 

Obs. — From  Tilkerode,  in  the  Harz,  in  small  hexagonal  tables  with  gold. 

7.  IRIDOSMINE.  Ore  of  Iridium,  consisting  of  Iridium  and  Osmium,  Wollaston,  Phil.  Trans., 
1805,  316  (Metals  Iridium  and  Osmium,  first  announced  by  Tennant,  Phil,  Trans.,  1804,  411). 
Native  Iridium  Jameson.  Osmiure  d'  Iridium  Berz.,  Nouv.  Syst.  Min.,  195,  1819.  Osmium- 
Iridium  Leonh.,  Handb.,  1821.  Iridosmium;  Osmiridium.  Newjauskit,  Sisserskit,  Haid. 
Handb.,  553,  1845. 

Hexagonal.  Earely  in  hexagonal  prisms  with  replaced  basal  edges; 
pyramidal  angle,  127°  36^,  basal,  124°.  Commonly  in  irregular  flattened 
grains. 

H.  =  6— 7.  G.=19'3— 21-12.  Lustre  metallic.  Color  tin-white,  and 
light  steel-gray.    Opaque.    Malleable  with  difiiculty. 

Comp.  Var. — Iridium  and  osmium  in  different  proportions.  Two  varieties  depending  on  these 
proportions  have  been  named  as  species,  but  they  are  isomorphous,  as  are  those  of  the  metals  (G. 
Rose).    Some  rhodium,  platinum,  ruthenium,  and  other  metals  are  usually  present. 

Var.  1.  yeicjanskite,  Haid. ;  11.  =  7;  G,  =  1 8-8— 19-5.  In  flat  scales  ;  color  tin- white.  Over  4C 
p.  c.  of  Iridium.    Named  from  a  Siberian  locality. 

Analysis  by  Rcrzehus  (Pogg.,  xxxii.  232,  1833): 

Ir  46-77.  Os  49-34,  Rd  3-15,  Fe  0-74,  giving  the  formula  Ir  Os=Iridium  49-78,  Osmium  50-22 
G.  =  19-386—19-471. 

Glaus  obtained  (Beitr.  Platinum,  Dorpat,  1854)  from  six-sided  tables  from  Nischne-Tagilsk : 

Ir  55-24       Os  27-32       PllO  08       Rd  I'SO       Pd  Fe  Cu  /r,  =  100. 
Deville  and  Debray  (Ann.  Ch.  Phys.,  TIL  Ivi.  481)  found: 


Ir 

Rd 

Pt 

Ru 

Os 

Cu 

Fe 

1. 

N.  Grenada 

70-40 

12-30 

0-10 



rn-201  — 

 =100 

2. 

u 

57-80 

0-63 

6-37 

3510 

0-06 

010  =  100-06 

3. 

California 

53-50 

2-60 

0-50 

'43-40' 

 =100 

4. 

Australia 

58-13 

3-04 

5-22 

'33-46" 

015 

 =100 

5. 

Borneo 

58-27 

2-64 

0-15 

"38  94° 

 =100 

6. 

Russia 

77-20 

0-50 

1-10 

0-20 

'21-00 

ir. 

 =100 

7. 

G.-18-9 

43-28 

5-73 

0-62 

8-49 

■40-11' 

0-78 

0  99  =  100 

MERCURY. 
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Ir 

Rd 

Ft 

Ru 

03 

Cu 

Fe 

8.  Russia 

G.  =  18-8 

64-50 

1-50 

2-80 

■22-90" 

0-90 

1-40 

9.  " 

G.  =  20-4 

43-1)4 

1-65 

0-14 

4-68 

'48  85' 

0-11 

0-63 

10.  " 

G.  =  20-5 

10-36 

4-72 

0-41 

"23or 

0-21 

1-29 

Thomson  found  in  a  steel-gray  variety  from  Brazil  72-9  p.  c.  of  iridium,  with  24-1  osmium  and 
2-6  iron  =  100. 

2.  Sisserskiie  Haid.  In  flat  scales,  often  six-sided,  color  grayish-white,  steel-gray.  Gr=20— 
21-2.  Not  over  30  p.  c.  of  iridium.  One  kind  from  Nisclme  Tagilsk  afforded  Berzelius  (1.  c)  Tr 
Os'  =  Iridium  19-9,  osmium  80-1  =  100;  G.  =  21-118.  Another  corresponded  to  the  formula  Ir 
Os''=Iridium  24-8,  osmium  75*2=: ]()(>,  it  affording  Ir  25,  Os  75.    Named  from  a  Siberian  locality. 

Pyr.,  etc. — At  a  high  temperature  the  Sissersl^ite  gives  out  osmium,  but  undergoes  no  furtlier 
change.  The  Xewjanskite  is  not  decomposed  and  does  not  give  an  osmium  odor.  With  nitre, 
the  characteristic  odor  of  osmium  is  soon  perceived,  and  a  mass  obtained  soluble  in  water,  from 
which  a  greon  precipitate  is  thro^^m  down  by  nitric  acid. 

Obs. — It  occurs  with  platinum  in  the  province  of  Choco  in  South  America  ;  near  Katharinenburg, 
Statoust,  and  Kyschtimsk,  in  the  Ural  mountains ;  in  Austraha.  It  is  rather  abundant  in  the 
auriferous  beach-sands  of  northern  Cahfornia,  occurring  in  small  bright  lead-colored  scales,  some- 
times six-sided.    Also  traces  in  the  gold-washings  on  the  rivers  du  Loup  and  des  Plantes,  Canada. 

8.  MERCURY.  Xvro's  aoyvpog  Theopkr.  'YSfiwyvpog  Ka9'  eavrhv  [native]  Bioscor.,  E,  ex.  Ar- 
gentum  vivum,  Hydrargyros,  Plin.  xxxiii.  32,  20,  41.  Quicksilver.  Mercurius  Alchem. 
Gediegen  Quecksilber  Germ.    Mercure  natif  Fr. 

Isometric.    Occurs  in  small  fluid  globules  scattered  through  its  gangue. 

G.  =13*568.    Lustre  metallic.    Color  tin-white.  Opaque. 

Comp. — Pure  mercury  (Hg) ;  with  sometimes  a  little  silver. 

Pyr.,  etc. — B.B.,  entirely  volatile,  vaporizing  at  662'  F.  Becomes  solid  at  — 39'  F,  and  may 
be  crystallized  in  octahedrons.    Dissolves  readily  in  nitric  acid. 

Obs. — Mercury  in  the  metallic  state  is  a  rare  mineral ;  the  quicksilver  of  commerce  is  obtained 
mostly  from  cinnabar,  one  of  its  ores.  The  rocks  affording  the  metal  and  its  ores  are  mostly  clay 
shales  or  schists  of  different  geological  ages. 

At  Cividale.  in  Venetian  Lombardy,  it  is  found  in  a  marl  regarded  as  a  part  of  the  Eocen3 
nummulitic  beds.  Mercury  has  been  observed  occasionally  in  drift;  and  near  Eszbetek,  in  Tran- 
sylvania, and  also  Newmarkt,  in  Galicia,  springs,  issuing  from  the  Carpathian  sandstone,  some- 
times bear  along  globules  of  mercury.  Its  most  important  mines  are  those  of  Idria,  in  Carniola, 
and  Almaden  in  Spain.  At  Idria  it  occurs  interspersed  through  a  clay  slate,  from  which  it  is 
obtained  by  washing.  It  is  found  in  smaU  quantities  at  Wolfstein  and  Morsfeld,  in  the  Palatinate, 
in  Carinthia,  Hungary,  Peru,  and  other  countries ;  also  at  Pe5rrat  le  Chateau,  in  the  department 
of  the  Haute  Yienne,  in  a  disintegrated  granite,  unaccompanied  by  cinnabar;  in  Cahfornia, 
especially  at  the  Pioneer  mine,  in  the  Napa  Valley,  where  some  of  the  quartz  geodes  contain 
several  pounds  of  mercury. 

9.  AMALGAM.  Quicksilfwcr  amalgameradt  med  gediget  Silfwer  (fr.  Sala)  Cronsl,  189, 
1758.  NaturHch  Amalgam,  Silberamalgam,  (z'erTW.  Amalgam  natif  cZe  i.  420,  1783.  Mer- 
cure argental  H.  Fella  natural  Bel  Bio. 
Isometric.    Observed  planes,  as  in  f.  54,  with 

also  plane  2.  Figure  3  common  ;  also  4,  5,  8, 
9,  13,  14.  Cleavage  ;  dodecabedral  in  traces. 
Also  massive. 

H.  rr:3— 3-5.  G-.=10-5— 14;  13-755,  Haid. 
Color  and  streak  silver- white.  Opaque.  Frac- 
ture conchoidal,  uneven.  Brittle,  and  giving  a 
grating  noise  when  cut  with  a  knife. 

Comp.— Both  Ag  Hg^  (= Silver  34-8,  mercury,  65-2),  and 
Ag  Hg^  (=Silver  26-25,  and  mercury,  73-75),  are  here  included 
as  afforded  by  the  following  analyses:  1,  Klaproth  (Beitr.,  i. 
182);  2,  Cordier  (J.  d.  M.,  xii.  1,  Phil.  Mag.,  xix.  41);  3,  tJeyer 
(CreU's  Ann.,  ii.  90) : 
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1.  Ag  Hg'^,  Moschellandsberg 

2.  Ag  Hg^,  AUemont  ? 

3.  Moschcllaudsberg 


Silver. 
36 
27-5 
250 


Mercury. 


64  =100  Klaproth. 

72-  5  =  100  Cordier. 

73-  3=  98-3  Heyer. 


Pyr.,  etc. — B.B.,  on  charcoal  the  mercury  volatilizes  and  a  globule  of  silver  is  left.  In  the 
closed  tube  the  mercury  sublimes  and  condenses  on  the  cold  part  of  the  tube  in  minute  globules. 
Dissolves  in  nitric  acid.    Rubbed  on  copper  it  gives  a  silvery  lustre. 

Obs. — From  the  Palatinate  at  Moschellandsberg,  in  fine  crystals,  and  said  to  occur  Avhere  the 
veins  of  mercury  and  silver  intersect  one  another.  Also  reported  from  Rosenau  in  Hungary,  Sala 
in  Sweden,  AUemont  in  Dauphine,  Almaden  in  Spain. 

Domeyko  reports  (Min.,  1 87,  Ann.  d.  M.,  YL  ii.  1 23,  v.  453)  other  compounds  from  the  mines  of  La 
Rosilla,  province  of  Atacama ;  one  of  white  color,  with  Hg  56-4,  Ag  43-6  ;  2,  white  with  (mean  of  3 
anal.)  Hg  53-2,  Ag  46-8  =  Ag^  Hg*;  3,  granular  and  duU,  (mean  of  3  anal.)  Hg  44*9,  Ag  55*1  =  Ag 
Hg;  4,  blackish  and  dull,  (mean  of  3  anal)  Hg  46-6,  Ag  53-4;  5,  blackish  and  dull  metallic,  some- 
times in  crystals,  Hg  35"8,  Ag  64"2=Ag^H^. 

Of  the  last  there  is  a  mass  in  the  museum  at  Santiago,  Chili,  weighing  21f  lbs.  These  may  be 
only  mixtures  of  a  true  chemical  amalgam  with  silver. 

10.  ARQUERITE.    Arquerite  Berth.,  de  B.,  &  Duf.,  C.  R,  xiv.  56Y,  1842,  in  Rep.  on  Art.  by 
Domeyko,  pub.  ui  Ann.  d.  M.,  HI.  xx.  268,  1841. 

Isometric.  In  regular  octahedrons ;  also  in  grains,  small  masses,  and 
dendrites.  G.  =  10*8.  In  color,  lustre,  ductility  like  native  silver,  but 
softer. 

Comp. — According  to  Domeyko  (L  c.)  the  crystallized  contains  Ag®  Hg= Silver  86'5,  mercury 
13-5  =  100. 

Obs. — From  the  mines  of  Arqueros,  in  Coquimbo,  Cliili,  where  it  is  the  principal  ore  In  the 
first  fifteen  years  of  exploration  these  mines  afforded  2()0,000  marcs  of  silver.  Occurs  with 
barite,  cobalt  bloom,  and  little  sulphuret  and  chlorid  of  silver. 


In  small  white  grains  as  large  as  a  pea,  easily  crumbling  (Columbia 
variety) ;  also  in  yellowish-white,  four-sided  prisms  (California  variety). 

Comp.— (Au,  Ag)^  Hg^,  an  analysis  by  Schneider  of  a  specimen  from  Columbia  (L  c),  affording, 
mercury  57-40,  gold  38'39,  silver  o'O. 

The  Cahfornia  amalgam  gave  Sonnenschein  (ZS.  G-.,  vi.  243),  gold  39-02,  mercury  60*98 ;  also 
another,  gold  41*63,  mercury  58*37,  in  which  Au:  Hg=2:  3. 

Obs. — From  the  platinum  region  of  Columbia,  along  with  platinum ;  Cahfornia,  especially  near 
Mariposa. 

12.  COPPER.    Aes  Cyprium  Plin.  Yenus  Alchem.    Gediegen  Kupfer  Germ.    Cuivre  natif  Fr. 

Isometric.  Observed  forms  0,  1,  /,  ^-2,  ^-|,  3-3.  Figs.  1,  2,  3,  4,  5,  6, 
Y,  8,  16,  17,  and  others.  Cleavage  none.  Twins ;  composition-face  octa- 
hedral, very  common,  and  producing,  in  connection  with  distortion,  com- 
plex forms ;  one  a  double  six-sided  pyramid,  made  of  the  six  planes  ?^2 
about  one  cubic  angle  of  f.  IT,  and  the  six  about  the  diagonally  opposite, 
the  rest  wanting.  Often  filiform  and  arborescent;  the  latter  with  the 
branches  passing  off  usually  at  60°,  the  supplement  of  the  dodecahedral 
angle ;  the  branches  sometimes  twin-dodecahedrons  modified  by  planes 
O,  1,  and  the  composition-face  longitudinal,  but  contained  under  only  one 
dodecahedral  plane  along  the  upper  side  of  the  branch,  and  either  side  of 
this  one  octahedral  and  one  cubic,  with  an  obliq^ue  extremity  made  up  of 
two  cubic  planes  (Rose).   Also  massive. 


11.  GOLD  AMALGAM.    H.  Schneider,  J.  pr.  Ch.,  xliii.  317,  1848. 
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H.  =  2-5— 3.  G.  =  8-838,  native,  Whitney ;  8-948— S'OoS,  electrotype  cop- 
per, Dick.  Lustre  metallic.  Color  copper-red.  Streak  metallic  shining. 
Ductile  and  malleable.    Fracture  hackly. 

Comp. — Pure  copper,  but  often  containing  some  silver,  bismuth,  etc, 

P.  Collier  obtained  u*016  p.  c.  silver  in  native  copper  from  the  Minnesota  mme.  (Private  com- 
munication.) 

Hautefeuille  states  that  a  Lake  Superior  specimen  afforded  him,  Copper  69*280,  silver  5*543, 
mercury  0*0119,  gangue  25'248  (C.  R.,  xhii.  166);  while  F.  A.  Abel  found  in  a  specimen  of  same, 
which  had  a  thick  vein  of  native  silver  running  through  it  (J.  Ch.  Soc,  II.  i.  89),  0*002  p.  c.  of 
silver,  with  a  trace  of  lead,  and  in  another  0*56  of  silver.  Abel  obtained  for  a  Uralian,  from  the 
Kirghiz  District,  0*034  silver,  0*11  bismuth,  a  trace  of  lead,  and  1*28  of  arsenic. 

Pyr.,  etc. — B.B.  fuses  readily;  on  cooling,  becomes  covered  with  a  coating  of  black  oxyd. 
Dissolves  readily  in  nitric  acid,  giving  off  red  nitrous  fumes,  and  produces  a  deep  azure-blue 
solution  with  ammonia. 

Obs. — Copper  occurs  in  beds  and  veins  accompanying  its  various  ores,  and  is  most  abundant  in 
the  vicinity  of  dikes  of  igneous  rocks.  It  is  sometimes  found  in  loose  masses  imbedded  in  the  soil. 

In  Siberia,  and  the  island  of  Nalsoe,  in  Faroe,  it  is  associated  with  mesotype,  in  amj^gdaloid, 
and  though  mostly  disseminated  in  minute  particles,  sometimes  branches  through  the  rock  with 
extreme  beauty.  At  Turinsk,  in  the  Urals,  in  fine  crystals.  Common  in  Cornwall,  at  many  of  the 
mines  near  Redruth;  and  also  in  considerable  quantities  at  the  Consolidated  mines.  Wheal BuUer, 
and  others.  BrazU,  Chili,  Bolivia,  and  Peru  afford  native  copper ;  a  mass  now  in  the  museum  at 
Lisbon,  supposed  to  be  from  a  valley  near  Bahia,  weighs  2,016  pounds;  north  of  Tres  Puntos, 
desert  of  Atacama,  a  large  vein  was  discovered  in  l8o9.  In  Bolivia,  at  Corocoro,  in  sandstone, 
and  called  in  commerce  Barilla  de  Cohre^^  (copper  barilla).  Also  found  at  some  localities  in 
China  and  Japan. 

This  metal  has  been  found  native  throughout  the  red  sandstone  (Triassico-Jurassic)  region  of 
the  eastern  United  States,  in  Massachusetts,  Connecticut,  and  more  abundantly  in  New  Jersey, 
where  it  has  been  met  with  sometimes  in  fine  crystalline  masses,  especially  at  New  Brunswicl?, 
Somerville,  Schuyler's  mines,  and  Flemington.  One  mass  from  near  Somerville,  on  the  premises 
of  J.  C.  Van  Dyke,  Esq.,  of  N.  Brunswick,  weighed  78  pounds,  and  is  said  originally  to  have  weighed 
128.  Near  N.  Brunswick  a  vein  or  sheet  of  copper,  a  hue  or  so  thick,  has  been  traced  for  several 
rods.    Near  New  Haven,  Conn.,  a  mass  was  formerly  found  weighing  90  pounds. 

No  known  locality  exceeds  in  the  abundance  of  native  copper  the  Lake  Superior  copper  region, 
near  Kewenaw  Point,  where  it  exists  in  veins  that  intersect  the  trap  and  sandstone.  The  annual 
yield  of  native  copper  at  the  present  time  is  about  8,000  tons.  Masses  of  great  size  were 
observed  in  this  district  near  the  Ontanagon  river,  by  Mr.  Schoolcraft,  in  1821.  The  largest 
single  mass  yet  found  was  discovered  in  February,  1857,  in  the  Minnesota  mine,  in  the  belt  of 
conglomerate,  which  forms  the  foot- wall  of  the  vein.  It  was  45  feet  in  length,  22  feet  at  the 
greatest  width,  and  the  thickest  part  was  more  than  8  feet.  It  contained  over  90  p.  c.  copper, 
and  weighed  about  420  tons.  This  copper  contains  silver,  sometfmes  in  visible  grains,  lumps,  or 
strings,  and  occasionally  a  mass  of  copper,  when  polished,  appears  sprinkled  with  large  silver 
spots,  resembling,  as  Dr.  Jackson  observes,  a  porphyry  with  its  feldspar  crystals.  The  copper 
occurs  in  trap  or  sandstone,  near  the  junction  of  these  two  rocks,  and  has  probably  been  produced 
through  the  reduction  of  copper  ores.  It  is  associated  with  prehnite,  datolite,  analcite,  laumon- 
tite,  pectohte,  epidote,  chlorite,  wollastonite,  and  sometimes  coats  amygdules  of  calcite,  etc.,  in 
amygdaloid.  Strings  of  copper  often  reticulate  through  crystals  of  analcite  and  prehnite. 
Pseudomorphs  after  scalenohedrons  of  calcite  are  sometimes  met  with.  Besides  this  occurrence 
in  the  vicinity  of  trap,  it  is  also  in  some  parts  of  the  Kewenaw  region  distributed  widely  in  grains 
through  the  sandstone. 

Native  copper  occurs  sparingly  in  California ;  at  the  Union  and  Keystone,  Napoleon  and  Lancha 
Plana  mines  in  Calaveras  Co. ;  in  the  Cosumnes  mine,  Amador  Co. ;  in  serpentine,  in  Sta.  Barbara 
Co.    Also  on  the  Gila  river  in  Arizona ;  in  large  drift  masses  in  Russian  America. 

13.  IRON.    Mars  J-Zc/zew.    Gediegen  Eisen  Germ.  Fernatifi^r. 
Isometric.    Cleavage  octahedral. 

H.i=4'5.  G.=7'3 — T'8  ;  7'318  a  partially  oxydized  fragment  of  a  crystal 
of  meteoric  iron  from  Guilford  Co.,  K.  C.  Lustre  metallic.  Color  iron- 
gray.  Streak  shining.  Fracture  hackly.  Ductile.  Acts  strongly  on  the 
magnet. 
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NATIVE  ELEMENTS. 


Obs. — The  occurrence  of  masses  of  native  iron  apart  from  that  of  meteoric  origin  is  not  placed 
beyond  doubt.  An  iron  so  regarded,  with  some  reason,  occurs  in  the  hill  country  above  Bexley 
in  Bassa  Co.,  Liberia,  Africa.  An  analysis  aflbrded  A.  A.  Hayes  (Am.  J.  Sci.,  II.  xxi.  15.3)  iron 
98*40,  quartz  grains,  magnetite  and  a  zeolite  1-60=100.  The  mass  of  iron,  from  Canaan,  Ct.,  pub- 
lished as  native,  was  artilicial.  A  fragment  of  iron  found  near  KnoxviUe,  Teun.,  but  of  uncertain 
exact  locality  and  possibly  meteoric,  afforded  G-euth  (ib.,  xxviii.  246;  Iron  99-79,  nickel  0*  4,  mag- 
iiesium  0'022,  calcium  0'12],  silicium  0'075,  cobalt  <mce=  100*1 48.  Cramer  describes  a  mass  weigh- 
ing four  pounds,  obtained  in  the  mine  of  Hackenburg.  It  is  said  to  have  been  observed  in  thin 
laminai  in  an  ironstone  conglomerate  in  Brazil,  and  in  lava  in  Auvergne ;  also  in  the  keuper  in 
Thuringia,  in  an  argillaceous  sandstone,  containing  fossils  ;  it  afforded  but  a  trace  of  nickel :  G.= 
5*24,  (Fogg.,  Ixxxviii.  1S53,  145,  where  other  localities  are  mentioned) ;  also  at  Chotzen  in  Bohe- 
mia, in  a  hmestone  (the  Planerkalk),  affording  on  analysis  Fe  98*83,  graphite  0*74,  As  0*32,  Xi  0*61, 
and  thought  to  be  possibly  an  ancient  meteorite  (Jahrb.  G-.  Reichs.,  viii.  354). 

The  presence  of  metallic  iron  in  grains  in  basaltic  rocks  (from  Giant's  Causeway,  etc.)  has  been 
announced  by  Dr.  Andrews.  After  pulverizing  the  rock  and  separating  by  means  of  a  magnet  the 
grains  that  were  attracted  by  it,  he  subjected  the  grains  to  the  action  of  an  acid  solution  of  sul- 
phate of  copper  in  the  field  of  a  microscope,  which  salt,  when  there  is  a  traceof^^cre  iron  present, 
gives  a  deposit  of  copper ;  and  in  his  trials  there  were  occasional  deposits  of  copper  in  crystalline 
bunches.    It  has  been  noticed  in  other  related  rocks. 

Meteoric  iron  usually  contains  1  to  20  per  cent,  of  nickel,  besides  a  small  percentage  of  other 
metals,  as  cobalt,  manganese,  tin,  copper,  chromium ;  also  phosphorus  common  as  a  phosphuret, 
sulphur  in  sulphurets,  carbon  in  some  instances,  chlorine. 

For  a  review  of  papers  on  meteoric  iron,  see  Raramelsberg's  Handbuch  der  Mineralchemie 
(Liepzig,  1860).  The  following  are  a  few  analyses:  1,  Berzehus  (Ac.  H.  Stock h.,  1834,  Fogg., 
sxxiii.  123);  2,  Bergemann  (Fogg.,  Ixxviii.  406f;  3,  W.S.Clarke  (Ann.  Ch.  Fharm.,  Ixxxii.  367); 
4,  Berzehus  (Ac.  H.  Stockh.,  1832,  Fogg.,  xxvii.  118);  5,  J.  L.  Smith  (Am  J.  Sci.,  II.  xix.  153) : 


1 

2 

3 

4 

5 

Siberia. 

Zatatecas,  Mexico. 

Lenarto. 

Bohumilitz. 

KnoxviUe,  Te 

Iron 

88*042 

85-09 

90*153 

93-77 

8o-02 

Nickel 

10*732 

9-89 

6-553 

3-81 

14*62 

Cobalt 

0-455 

0-67 

0-502 

0-21 

0*50 

Manganese 
Copper  ) 
Tin  (■ 

0-132 

0-145 

0  066 

0-03 

0-080 

006 

Magnesium 

0-050 

0.19 

0-082 

Carbon 

0-043 

C,  Fe  0-33 

MgO-24 

Sulphur 

ir. 

0*84 

0-482 

0-08 

Fe,  Ni,  P 

1*65 

1-226 

2-14 

F  019 

Chrome-iron 

1-48 

Si  0*04 

Si  0-84 

Gangaie 

0-480 

C  0-03 

CI  0  02 

100*000 

100*33 

99-223 

100*00 

99-57 

Reichenbach  has  named  the  alloy  of  iron  and  nickel,  containing  up  to  23  p.  c.  of  the  latter, 
Chamasiie ;  that  approaching  probably  the  formula  Fe*  Ni^,  I'oRnite :  and  to  that  having  the  formula 
Fe  Ni,  Shepard  has  apphed  the  name  OJctibbefute.  The  phosphorus  in  the  analyses  is  combined 
with  iron  as  Schreibersite ;  the  sulphur  as  Troilite;  the  magnesia,  in  anal.  5,  with  the  silica  prob- 
ably as  Enstatite. 

Among  large  iron  meteorites,  the  Gibbs  meteorite,  in  the  Yale  College  cabinet,  weighs  1,635  lbs. ; 
length  three  feet  four  inches  ;  breadth  two  feet  four  inches  ;  height  one  foot  four  inches.  It  was 
brought  from  Red  River.  The  Tucson  meteorite,  now  in  the  Smithsonian  Institution,  weighs 
1,400  lbs. ;  it  was  originally  from  Sonora.  It  is  ring-shaped,  and  is  49  inches  in  its  greatest  diam- 
eter. Still  more  remarkable  masses  exist  in  South  America ;  one  was  discovered  by  Don  Rubin 
de  Cells  in  the  district  of  Chaco-Gualamba,  whose  weight  was  estimated  at  32,000  lbs. ;  and 
another  was  found  at  Bahia  in  Brazil,  whose  sohd  contents  are  at  least  twenty-eight  cubic  feet, 
and  weight  14,000  lbs.  The  Siberian  meteorite,  discovered  by  Fallas,  weighed  originally  1,600  lbs. 
and  contained  imbedded  crystals  of  chrysolite.  Smaller  masses  are  quite  common.  Meteoric  iron 
is  perfectly  malleable,  and  may  be  readily  worked  in  a  forge,  and  put  to  the  same  uses  as  manu- 
factured iron. 

Bahr  has  observed  grains  of  native  iron  in  a  fragment  of  petrified  wood.  The  iron  was  mixed 
with  limonite  and  organic  matter,  and  is  supposed  to  have  been  produced  by  the  deoxydation  of  a 
salt  of  iron  by  the  organic  matter  of  the  wood.    He  calls  the  iron  Sideroferrite. 

Von  Dechcn  reports  that  an  artificial  iron  has  been  observed  by  him,  which  has  cubic  cleavage 
(Yerh.  nat.  Yer.  Bonn,  1861.) 
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14.  ZINC. 

Hexagonal,  Eose.    Cleavage  :  basal  perfect. 

H.  =  2.  G.=7.  Lustre  metallic.  Color  and  streak  white,  slightly 
grayish. 

Comp. — Zinc,  vdih  sometimes  a  trace  of  cadmium  and  other  metals. 

Obs. — Reported  by  G-.  Ulrich  as  having  been  found  in  a  geode  in  basalt,  near  Melbourne, 
Victoria  Land,  Australia ;  the  piece  weighed  4^  ozs.,  and  was  incrusted  with  smithsonite  and 
aragonite.  and  some  cobalt  bloom.  Also  said  to  occur  in  the  gold  sands  of  the  Mittamitta  river;.. 
north  of  Melbourne,  along  with  topaz,  corundum,  etc. ;  a  single  piece,  according  to  L.  Becker,., 
having  been  found  which  contained  traces  of  cadmium  and  other  metals.  (L.  Becker,  in  Trans.. 
Phil.  Inst.,  Victoria,  1856,  and  Jahrb.  Min.,  1857,  312,  698 ;  G.  Ulrich,  in  B.  H.  Ztg.,  xviii.  63.)  It 
should  be  stated  that  the  zinc  said  to  come  from  the  Melbourne  basalt  was  found  by  a  quarryman 
and  not  by  a  scientific  observer,  and  that  therefore  there  may  be  an  error  with  regard  to  its  actually 
having  been  taken  from  the  basalt.   The  existence  of  native  zinc  seems  still  to  need  confirmation. 

Stolba  has  recently  obtained  artificially  hexagonal  crystals  of  zinc,  six-sided  prisms  with  low 
pyramidal  terminations  (J.  pr.  Ch.,  xcvi.  182).  Zinc  is  supposed  to  occur  also  in  isometric  forms- 
(Am.  J.  Sci.,  II.  xxxi.  191). 

15.  LEAD.     Plumbum  nigrum  FUn.,  xxxiv.  4*7.    Saturnus  Alchem.     Gediegen  Blei  Germ. 

Plomb  natif  Fr. 

Isometric.    Found  in  thin  plates  and  small  globules. 
H.=1'5.    G.  =  11445,  when  pure.    Lustre  metallic.    Color  lead-gray. 
Malleable  and  ductile. 

Comp.  Pure  lead. 

Pyr. — B.B.  fuses  easily,  coating  the  charcoal  -uith  a  yellow  oxyd,  which,  treated  in  R.  F., 
volatilizes,  giving  an  azure-blue  tinge  to  the  flame. 

Obs. — This  species  is  reported  as  occurring  in  globules  in  galena  at  Alstonmoor;  in  lava  in 
Madeira,  Bathke;  at  the  mines  near  Carthagena  hi  Spain;  in  Carboniferous  limestone  near 
Bristol,  and  at  Kenmare,  Ireland;  according  to  R.  P.  Greg,  Jr.,  in  thin  sheets  in  red  oxyd  of 
lead  near  a  basaltic  dyke  in  Ireland;  in  an  amygdaloid  near  Weissig;  in  basaltic  tufa,  at 
Rautenberg,  in  Moravia ;  vrith.  gold  in  an  Altai  gold  region,  seven  miles  from  Mt.  Alatau ;  the 
gold  region  of  Velika,  southern  Slavonia ;  near  Katherinenburg,  in  the  Urals ;  in  the  district  of 
Zomelahuacan,  in  the  Stite  of  Vera  Cruz,  in  a  granular  limestone,  containing  in  some  places 
species  of  ammonites,  in  laminae,  in  a  foliated  argentiferous  galena;  in  the  iron  and  manganese 
ore  bed  of  Paisberg,  Werraland,  with  hematite,  magnetite,  and  hausmannite  (B.  H.  Ztg.,  xxv.  21); 
also  in  white  quartz  north-west  of  Lake  Superior,  near  the  Dog  lake  of  the  Kaministiquia,  in  the 
form  of  a  smaU  string  (^Chapman,  Can.  J.,  1865). 


16.  TIN.   Plumbum  candidum  Flin.,  xxxiv.  47.    Jupiter  Alchem.    Gediegen  Zinn  Germ.  Etain 

natif  Fr. 

Tetragonal.  1  Al,  over  basal  edge,  — 57°  13',  over  pyramidal =140°  25", 
l-^  Al-^,  over  basal  edge,=4:2°  11',  over  pyramidal=150°  31';  a=0-3S66^. 
In  grayish-white  metallic  grains. 

Comp. — Tin  with  some  lead,  Hermann,  J.  pr.  Ch.,  xxxiii.  300. 

Obs. — The  above  angles  are  from  artificial  crystals  galvanically  deposited,  measured  by  Miller. 
Reported  as  occurring  with  the  Siberian  gold ;  also  in  the  Rio  Tipuani  vaUey,  in  Bohvia,  but 
probably  only  an  artificial  product  (D.  Forbes,  PhiL  Mag.,  IV.  X2dx.  133,  xxx.  142.) 


17.  ARSENIC.    Gediegen  Arsenik  GV/n.    Arsenic  natif  i^r. 

Ehombohedral.  BaB=S5°  41',  6^  A^=:122°  9',  ^^=1*3779.  Observed 
forms  i?,  — 1-,  0;  — J  A  — 1-=113°  21'.  Cleavage:  basal,  imperfect.  Often 
granular  massive  ;  sometimes  reticulated,  reniform,  and  stalactitic.  Strac- 
tm-e  rarely  columnar. 
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NATH'E  ELEMENTS. 


H.=3*5.  G.=:5'93.  Lustre  nearly  metallic.  Color  and  streak  tin-white, 
<:arnisliing  soon  to  dark-gray.    Fracture  unev^en  and  fine  granular. 

Comp. — Arsenic,  often  with  some  antimonr.  and  traces  of  iron,  silver,  gold,  or  bismuth. 

The  arsenical  bismuih  of  Werner  (Arsenik  Wismuth  Wern.,  Letztes  Min.-Syst.,  23,  56,  1817 
Breith.,  Char.,  157,  1823,  Arsenik-G-lanz,  Wismutischer  Arsen-Glanz,  Breiih.,  Char.,  273,  1832), 
from  Marienberg,  is  arsenic  containing  3  p.  c.  of  bismuth.    H.=:2  ;  Gr.  =  5-36 — 5-39.  '  *" 

Pyr. — B.B.,  on  charcoal  volatilizes  without  fusing,  coats  the  coal  with  white  arsenous  acid, 
and  affords  the  odor  of  garlic ;  the  coating  treated  in  R.  F.  volatilizes,  tinging  the  flame  blue. 

Obs.— Native  arsenic  commonly  occurs  in  veins  in  crystalline  rocks  and  the  older  schists, 
and  is  often  accompanied  by  ores  of  antimony,  red  silver  ore,  realgar,  blende,  and  other  metallic 
minerals. 

The  silver  mines  of  Freiberg,  Annaberg,  Marienberg,  and  Schneeberg,  afford  this  metal  in  con- 
siderable quantities ;  also  Joachimsthal  in  Bohemia,  Andreasberg  in  the  Harz,  Kapnik  in  Transyl- 
vania, Oravicza  in  Hungary,  Kongsberg  in  Norway,  Zmeoff"  in  Siberia,  in  large  masses,  and  at  St. 
Maria  aux  Mines  in  Alsace;  "abundantly,  at  the  silver  mines  at  Chanarcillo,  and  elsewhere  in 
Chili.  Tn  the  United  States  it  has  been  observed  by  Jackson  at  Haverhill,  N.  H.,  on  the  estate 
of  Mr.  Francis  Kimball,  in  thin  layers  in  dark -blue  mica  slate,  stained  by  plumbago,  and  contain 
ing  also  white  and  magnetic  pyrites ;  also  at  Jackson,  N.  H. ;  on  the  E.  flank  of  Furlong  Mtn., 
Greenwood,  Me. 

The  name  arsenic  is  derived  from  the  Greek  dopeviKoi'  or  durrei'iKnv,  masculine,  a  term  applied  to 
orpiment  or  sulphuret  of  arsenic,  on  account  of  its  potent  properties. 

Alt.— Oxydizes  on  exposure,  producing  a  black  crust,  which  is  a  mixture  of  arsenic  and  arsen- 
olite  (^s),  and  also  pure  arsenolite. 

17 A.  Antimonial  Arsexic. — An  antimonial  arsenic,  containing,  according  to  Schultz  (Ramm. 
Min.  Ch.,  984),  7*97  p.  c.  of  antimony,  occurs  at  the  Palmbaum  mine,  near  Marienberg  in  Saxony. 
A  similar  compound,  consisting,  according  to  Genth  (Am.  J.  Sci.,  II.  xxxiii.  191),  of  arsenic  90*82 
and  antimony  9-18  (  =  17  As  +  1  Sb),  occurs  at  the  Comstock  "lead"  of  the  Ophir  mine,  Washoo 
Co.,  California,  in  finely  crystalline,  and  somewhat  radiated,  reniform  masses,  between  tin-white 
and  iron-black  on  a  fresh  fracture,  but  grayish-black  on  tarnishing,  associated  witli  arsenolito, 
•calcite,  and  quartz. 

.18.  ANTIMONY,    Gediget  Spitsglas  (fr.  Sahlberg)  v.  Swab.,  Ak.  H.  Stockh.,  x.  100,  1748, 
Cronst,  Min.,  '201,  1758.    Spiesglas,  Gediegen  Antimon,  Germ.    Antimoine  natif  Fr. 

Rhomboliedral.    7? A 7?  =  87°  3o\  Eose,  OaI^  =  123°  S2'Aa  =  1-3068. 
■  Observed  planes,       6^,^,-2,  i-2  ;  Oa^  (cleavage plane)  =  142°  58'.iA-|-= 
.117°  r,  2A2  =  89°  25\  iA^=U4°  24',  0Ai=15r  26',  6^A2=l68°  20'. 
Cleavage:  basal,  highly  perfect        distinct.  Generally  massive,  lamellar ;  i 
sometimes  botryoidal  or  renitbrm  with  a  granular  texture. 

H.  =  3— 3-5  '  G.  =  6-646— 6-72, ;  6*65— 6*62,  crystals,  Kenngott.  Lustre  v 
metallic.    Color  and  streak  tin-white.    Yery  brittle. 

Comp. — Antimony,  containing  sometimes  silver,  iron,  or  arsenic.  Analysis  by  Klaproth  (Beitr., 
iii.  169):  from  Andreasberg,  Antimony  98,  silver  1,  iron  0  25=99-25. 

Pyr. — B.B.,  on  charcoal  fuses,  gives  a  white  coating  in  both  0.  and  R.  F. ;  if  the  blowing  be  inter- 
mitted, the  globule  continues  to  glow,  giving  off  white  fumes,  until  it  is  finally  crusted  over  with 
prismatic  crystals  of  oxyd  of  antimony.  The  white  coating  tinges  the  R.  F.  bluish-green.  Crys- 
tallizes readily  from  fusion. 

Occurs  in  lamellar  concretions  in  limestone  at  Sahlberg,  near  Sahl,  in  Sweden  ;  at  Andreasberg 
in  the  Harz  ;  in  argentiferous  veins  in  gneiss  at  Allemont  in  Dauphiny ;  at  Przibram  in  Bohemia ; 
in  Mexico ;  Huasco.  Chili ;  Sarawak  in  Borneo ;  in  argillite  at  South  Ham,  Canada ;  at  Warren, 
N.  J. ;  at  Prince  William  antimony  mine,  N.  Brunswick,  rare. 

Alt. — Oxydizes  on  exposure  and  forms  Valentinite  (Sb). 

.19.  ALLEMONTITE.  Antimoine  natif  arsenifere  R,  Tr.  iv.  281,  18  22.  Arsenik spiessglanz 
Zippe,  Verb.  Ges.  Mus.  Bohmen,  1824,  102.  Arsenik-Antimon  Hausm.  Arseniure  d'  Anti- 
moine Fr.    Antimon-Arsen  Ndum.    Arsenical  Antimony,  AUemontit,  Haid.,  Handb.,  557,  1845. 

Rhomboliedral.    In  reniform  masses  and  amorphous ;  structure  curved 
.amellar  ;  also  fine  granular. 
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H.=3'5.  G.  =  6-13,  Thomson  ;  6-203,  Eammelsberg.  Lustre  metallic, 
occasionally  splendent ;  sometimes  dull.  Color  tin- white,  or  reddish-gray  : 
often  tarnished  brownish-black. 

Comp. — SbAs^^Arsenic  65*22,  antimony  34-78  Analysis  by  Ramraelsberg  of  the  Allemont 
ore  (1st  Supp.  18) :  Arsenic  62-]  5,  antimony  87'85  — 100,  giving  1  Sb  to  2-6  As. 

Pyr,— B.B.  emits  fumes  of  arsenic  and  antimony,  and  fuses  to  a  metallic  globule,  which  takea 
fire  and  burns  away,  leaving  oxyd  of  autimony  on  the  charcoal. 

Obs. — Occurs  sparingly  at  Allemont ;  Przibrara  in  Bohemia,  associated  with  blende,  antimony, 
spathic  iron,  etc. ;  Scbladmig  in  Styria;  Andreasberg  in  the  Harz. 

20.  BISMUTH.    Bisemutura,  Plumbum  cinereum,  Agric,  Foss.,  489,  Interpr.  467.  Antimo- 
nium  feminiuum.  Tectum  Argenti,  Alchem.    Gediegen  Wismuth  Germ. 

Hexacronal.  BAJ^^Sr^"  40',  G-.  Kose;  OA  1^=123°  36';  ^i=l-3035. 
Observed  planes,  i?,  — i?,  0,  2,  and  -2  ;  2  A  2  =  69°  28^  Cleavage  :  basal, 
perfect,  2,  —2,  less  so.  Also  in  reticulated  and  arborescent  shapes';  foliated 
and  granular. 

H.'==2— 2*5.  G.  =  9'T2T.  Lustre  metallic.  Streak  and  color  silver- 
white,  with  a  reddish  hue ;  subject  to  tarnish.  Opaque.  Fracture  not 
observable.  Sectile.  Brittle  when  cold,  bat  when  heated  somewhat  mal- 
leable. 

Comp.  Var.— Pure  bismuth,  with  occasional  traces  of  arsenic,  sulphur,  tellurium.  (1)  A 
specimen  from  a  gold  mine  of  the  Peak  of  Sorata  gave  G-enth  (Am.  J.  Sci.,  TI.  xsvii.  247  >,  3i 
99-914,  Te  0-C42,  Fe  ^r=99-956;  and  (2)  Forbes  (Phil.  Mag  ,  IV.  xxix.  3),  Bl  94-46,  Te  o-()9.  As 
0-38,  S  O'OT,  Au  ^r=:100.  Forbes's  mineral  is  much  like  tetradymite  in  foliation,  and  probably 
contains  1 2  to  1 5  p.  c.  of  that  species.  (3 )  A  line  scaly  variety  from  Bispberg  in  Dalecarlia,  analyzed 
by  Clene  and  Feilitzen  (CEfv.  Ak.  btockh.,1861,  l  '9j,  contains  as  mixture  3  to  7  p.  c.  of  sulphid 
of  iron, 

Pyr.,  etc. — B.B.  on  charcoal  fuses  and  entirely  volatilizes,  giving  a  coating  orange-yellow 
while  hot,  and  lemon-yellow  on  cooling.  Fuses  at  476°  F.  Dissolves  in  nitric  acid ;  subsequent 
dilution  causes  a  white  precipitate.    Crystallizes  readily  from  fusion. 

Obs. — Bismuth  occurs  in  veins  in  gneiss  and  other  crystalline  rocks  and  clay  slate,  accompany- 
ing various  ores  of  silver,  cobalt,  lead,  and  zinc.  It  is  most  abundant  at  the  silver  and  cobalt 
mines  of  Saxony  and  Bohemia,  Schneeberg,  Altenberg,  Joachimsthal,  Johanngeorgenstadt,  etc. 
It  has  also  been  found  at  Modum  and  Gjellebak  in  Xorway,  and  Fahlun  in  Sweden.  At  Schnee- 
berg it  forms  arborescent  dehneations  in  brown  jasper.  At  Wheal  Sparnon.  near  Redruth,  and 
elsewhere  in  Cornwall,  and  at  Carrack  Fell  in  Cumberland,  it  is  associated  with  ores  of  cobalt; 
formerly  from  near  Alva  in  Stirlingshire;  in  a  large  and  rich  vein  at  the  Atlas  mine,  Devonshire  ; 
at  San  Antonio,  near  Copiapo.  Chlh ;  Mt.  Illampa  (Sorata),  in  Bolivia. 

At  Lane's  mine  in  Monroe,  Conn.,  it  is  associated  in  small  quantities  with  wolfram,  scheelite, 
galena,  blende,  etc.,  in  quartz ;  occurs  also  at  Brewer's  mine.  Chesterfield  district,  South  Carolina^ 


21.  TELLURIUM.  Aurum  paradoxum  vel  problematicum  M'dller  v.  Reichensiein,  Phys.  Arb. 
^Vien,  i.  1782.  Sylvanite  Kirwan,  Min.,  il  324,  1796.  Gediegen-TeUur  Klapr.^  Beitr.,  iii  2,  1802. 
Gediegen  Sylvan  Germ.    TeUure  natif  auro-ferrifere  R. 

Hexagonal  B  A  J^=SQ°  57',  G.  Eose;  0  A  B=12S°  4',  a  1-3302. 
Observed  planes,  — j?,  /,  0  ;  Ea—E,  over  base,  =113°  52'.  In  six- 
sided  prisms,  with  basal  edges  replaced.  Cleavage :  lateral  perfect,  basal 
imperfect.    Commonly  massive  and  granular. 

H.=2 — 2-5.  G.  =  6-l — 6 '3.  Lustre  metallic.  Color  and  streak  tin- 
white.  Brittle. 
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Comp. — According  to  Klaproth  (1.  c),  Tellurium  92'55,  iron  7*20,  and  gold  0-25.  A  specimen 
from  Nagyag  afforded  Petz  (Pogg.,  Ivii.  447),  Tellurium  97-215,  and  gold  2-785,  with  a  trace  of 
iron  and  sulphur. 

Pyr. — In  the  open  tube  fuses,  giving  a  white  subHmate  of  teUurous  acid,  which  B.  B.  fuses  to 
colorless  transparent  drops.  On  charcoal  fuses,  volatilizes  almost  entirely,  tinges  the  flame 
green,  and  gives  a  white  coating  of  tellurous  acid. 

Obs.— Native  tellurium  occurs  at  the  mine  of  Maria  Loretto,  near  Zalathna,  in  Transylvania 
(whence  the  name  Sylvan  and  Sylvaniie),  in  sandstone,  accompanying  quartz,  iron  pyrites,  and 
gold.  About  forty  years  since  it  was  found  in  considerable  abundance,  and  was  melted  to  extract 
the  small  quantity  of  gold  it  contains. 

22.  NATIVE  SULPHUR.    Natiirlicher  Schwefel  Germ.    Soufre  Fr. 

Orthorhombic.    7a/==101°  46',  0  Al-l=llS°  6^';  a  :  h  :  c=2-3U  :  1 : 
1*23.  Observed  planes  :  0  ;  vertical,  /,  i-l,  i-\  i-^^  ^-g ;  domes, 
Vh      \  octaliedral,  1,  i  i  |,  1-5,  |-S. 

OAi=134°4r       6>  A  1-5  =  115°  53'      lAl,  mac, =106°  25' 

41  1  Al,  brach.,=85  07 
12       lAl,    bas.,  =  143  23 

Cleavage :  7,  and  1,  imperfect. 
Twins,  composition-face,  7,  some- 
times producing  cruciform  crystals. 
Also  massive,  sometimes  consistiiig 
of  concentric  coats. 

H.=l-5-2-5.  G.=2-0T2,  of  crys- 
tals from  Spain.  Lustre  resinous. 
Streak  sulphur-yellow,  sometimes 
reddish  or  greenish.  Transparent — 
subtranslucent.  Fracture  conchoidal, 
more  or  less  perfect.  Sectile. 

Comp. — Pure  sulphur;  but  often  contami- 
nated with  clay  or  bitumen. 

Pyr.,  etc. — Burns  at  a  low  temperature  with  a 
bluish  flame,  with  the  strong  odor  of  sulphurous 
acid.    Becomes  resinously  electrified  by  friction 
Insoluble  in  water,  and  not  acted  on  by  the  acids. 
Obs. — Sulphur  is  dimorphous,  the  crystals  being  obtuse  oblique  rhombic  prisms,  of  90°  82', 
and  inclination  of  the  vertical  3x18=95"  46',  when  formed  at  a  moderately  high  temperature 
(125''  C,  according  to  Frankenheim). 

The  great  repositories  of  sulphur  are  either  beds  of  gypsum  and  the  associate  rocks,  or  the 
regions  of  active  and  extinct  volcanoes.  In  the  valley  of  Noto  and  Mazzaro,  in  Sicily ;  at  Conil, 
near  Cadiz,  in  Spain;  Bex,  in  Switzerland;  Cracow,  in  Poland,  it  occurs  in  the  former  situation; 
near  Bologna,  Italy,  in  fine  crystals,  imbedded  in  bitumen.  Sicily  and  the  neighboring  volcanic 
isles ;  the  Solfatara,  near  Naples ;  the  volcanoes  of  the  Pacific  ocean,  etc.,  are  localities  of  the 
latter  kind.  The  crystals  from  Sicily  are  sometimes  two  or  three  inches  in  diameter.  It  is  also 
deposited  from  hot  springs  in  Iceland;  and  in  Savoy,  Switzerland,  Hanover,  and  other  countries, 
it  is  met  with  in  certain  metallic  veins ;  near  Cracow  and  in  Upper  Egypt  there  are  large  deposits. 
A  fibrous  variety  is  found  near  Siena,  in  Tuscany.    Abundant  in  the  Chilian  Andes. 

Sulphur  is  found  near  the  sulphur  springs  of  New  York,  Virginia,  etc.,  sparingly ;  in  many  coal 
deposits  and  elsewhere,  where  sulphid  of  iron  is  undergoing  decomposition ;  in  microscopic 
crystals  at  some  of  the  gold  mines  of  Virginia  and  North  Carolina ;  as  a  powder  and  in  crystals  in 
the  Western  lead  regions,  in  cavities  in  the  limestone ;  in  minute  crystals  on  cleavage  surfaces  of 
galena,  Wheatley  mine,  PhenixviUe,  Pa. ;  in  smaU  masses  in  limestone  on  the  Potomac,  twenty-five 
miles  above  Washington ;  in  California,  at  the  geysers  of  Napa  valley,  Sonoma  Co. ;  in  Santa  Barbara 
in  good  crystals ;  near  Clear  lake,  Lake  Co.,  a  large  deposit,  with  a  vein  of  cinnabar  (now  worked) 
cutting  through  it ;  in  Nevada,  in  Humboldt  Co.,  in  large  beds ;  Nye  and  Esmeralda  Cos.,  12  m 
N.  of  Silver  Peak;  Washoe  Co. 
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The  sulphur  mines  of  Sicily,  the  crater  of  Vulcano,  the  Solfatara  near  Naples,  and  the  beds  of 
California,  afford  large  quantities  of  sulphur  for  commerce.  It  is  also  obtained  in  roasting  the 
sulphids  of  iron  and  copper. 

This  species  is  homoeomorphous  with  barytes  and  marcasite  if  be  taken  as  the  unit  macro- 
dome.    The  above  figure,  57,  is  by  Scacchi  of  Naples. 

23.  SELENSULPHUR.    Selenschwefel  Stromeyer,  Schw.  J.,  xliii.  453. 

Resembling  sulphur,  but  of  an  orange  or  brownish  color. 

B.B.  no  charcoal  burns  readily,  yields  fumes  of  selenium  and  sulphurous  acid.  From  Yulcano, 
one  of  the  Lipari  islands,  mixed  with  sulphur.    Also  observed  by  the  author  at  Kilauea,  Hawaii 


24.  DIAMOND.  Adamas,  punctum  lapidis,  pretiosior  auro,  Manilius,  Astron.,  iv.  1.  926  (tho 
earliest  distinct  mention  of  true  Diamond).  Adamas,  in  part,  Plin.^  xxxvii.  15.  Dcmant  Genii. 
Diamant  Fr. 

Isometric.  Observed  planes,  1,  2,  /,  0^  3-f ,  ^-f ,  i-^ ;  often  tetrahedral 
in  planes  1,  2,  and  3-f.  Figs  1,  2,  3,  5,  6,  8,  24,  25,  27;  also  ^'-f, 
similar  to  f.  16  and  17 ;  also  f.  40,  all  usually  with  curved  faces,  as  in  f. 
58  (=:=27),  59  (=39),  60,  the  planes  of  which  are  3-J-;  60  is  a  distorted 
form  of  58.    Cleavage  :  octahedral,  highly  perfect.    Twins  ;  composition- 


face,  octahedral,  as  in  fig.  50,  but  with  curved  faces ;  f.  61,  which  is  an 
elliptic  twin  of  58,  the  middle  portion  between  two  opposite  sets  of  six 
lanes  being  wanting ;  f.  63,  in  which  composition  is  parallel  to  the  octa- 
edral  faces,  but  the  form  corresponds  to  two  interpenetrating  tetrahe- 
drons, as  illustrated  in  f.  62.    Kai-ely  m.assive. 
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II.=10.  G. =3 '5295,  Thomson ;  3*55,  Pelouze.  Lustre  brilliant  ada/- 
mantine.  Color  white  or  colorless  :  occasionally  tinged  yellow,  red,  orange, 
green,  blue,  brown,  sometimes  black.  Transparent ;  translucent  when 
dark  colored.  Fracture  conchoidal.  Index  of  refraction  2439.  Exhibita 
vitreous  electricity  when  rubbed. 

Comp. — Pure  carbon,  isometric  in  crystallization. 

Var. — 1.  Ordinary^  or  crystallized.  The  crystals  often  contain  nnmerous  microscopic  cavities, 
as  detected  by  Brewster,  and  some  are  rendered  nearly  black  by  their  number ;  and  around  these 
cavities  the  diamond  shows  evidence,  by  polarized  light,  of  compression,  as  if  from  pressure  in 
the  included  gas  when  the  diamond  was  crystallized.  Sometimes  crystals  bear  impressions  of 
other  crystals.  The  back  planes  of  diamonds  reflect  all  the  light  that  strikes  them  at  an  angle 
exceeding  24°  13',  and  hence  comes  the  pecuhar  brilliancy  of  the  gem.  The  refraction  of  light 
by  the  diamond  is  often  irregular,  probably  arising  from  the  cause  which  has  produced  the  convex 
forms.  In  some  plates  from  crystals,  Descloizeaux  has  observed  a  fixed  star  of  six  symmetrical 
rays,  and  in  others,  allied  in  character,  the  rays  were  replaced  by  three  large  elliptical  areas. 
Descloizeaux  shows  that  the  rays  are  symmetrical  with  reference  to  the  faces  of  the  octahedron. 

2.  Massive.  In  black  pebbles  or  masses,  called  carbonado,  occasionally  1,000  carats  in  weight. 
H.=:10  ;  G-.=3-0L2— 3  416.    Consist  of  pure  carbon,  excepting  0-27  to  2*07  p.  c. 

3.  Anthracitic;  Carbon  diamantaire,  Count  de  Douhet,  Les  Mondes,  Ap.  11,  1867.  Like  anthra- 
cite, but  hard  enough  to  ccratch  even  the  diamond.  In  globules  ormammUlary  masses,  consisting 
partly  of  concentric  layers;  fragile;  (t.  =  1-66  ;  composition.  Carbon  97,  hydrogen  0*5,  oxygen  TS. 
Cut  in  facets  and  polished,  it  refracts  and  disperses  light,  with  the  white  lustre  peculiar  to  the 
diamond.  Locality  unknown,  but  supposed  to  come  from  Brazil  C.  Mene  has  observed  that  an 
anthracite  from  Creuzot,  consisting  of  C  98*2,  0  0'04,  ash  0*12,  long  heated  in  pieces  in  a  crucible, 
takes  a  metallic  lustre,  and  will  then  cut  glass  hke  a  diamond.  As  anthracite  is  derived  from 
bituminous  coal,  by  subjection  to  more  or  less  heat  under  pressure,  it  is  possible  that  the  degree 
or  condition  of  heating  may  produce  an  anthracite  with  its  particles  partly  or  wholly  of  the  nature 

^  the  diamond,  and  still  have  the  low  specific  gravity  of  anthracite. 

Pyr.  etc. — Burns,  and  is  wholly  consumed  at  a  temperature  of  14°  Wedgewood,  producing 
carbonic  acid  gas.    It  is  not  acted  on  by  acids  or  alkalies. 

Obs. — The  diamond  appears  generally  to  occur  in  regions  that  afford  a  laminated  granular 
quartz  rock,  called  itacolumite,  which  pertains  to  the  talcose  series,  and  which  in  thin  slabs  is 
more  or  less  flexible.  This  rock  is  found  at  the  mines  of  Brazil  and  the  Urals ;  and  also  in  Georgia 
and  North  Carolina,  where  a  few  diamonds  have  been  found.  It  has  also  been  detected  in  a 
species  of  conglomerate,  composed  of  rounded  siliceous  pebbles,  quartz,  chalcedony,  etc,  cemented 
by  a  kind  of  ferruginous  clay.  Diamonds  are  usually,  however,  washed  out  from  the  soil. 
According  to  M.  Denis  (Ann.  des  M.,  III.  xix.  602)  the  diamond  in  Minas  Geraes,  Brazil,  is  found 
in  two  different  deposits ;  one  called  gurgulho,  consisting  of  broken  quartz,  and  covered  by  a  thin 
bed  of  sand  or  earth ;  the  other,  cascalho,  of  I'oUed  quartz  pebbles,  united  by  a  ferruginous  clay, 
resting  usually  on  talcose  clays,  the  whole  the  debris  from  talcose  rocks.  The  first  deposit 
affords  the  finest  diamonds,  and  both  contain  also  gold,  platinum,  magnetic  iron,  rutlle,  etc.  The 
most  celebrated  mines  are  on  the  rivers  Jequitinhonha  and  Pardo,  north  of  Rio  Janeiro,  where 
the  sands  (the  waters  being  turned  off)  are  washed  by  slaves.  It  has  lately  been  found  in  Bahia, 
on  the  river  Cachoeira,  at  the  mines  of  Surua  and  Sincora ;  and  Damour  has  recognized  in  the 
sand  of  the  locality,  quartz,  feldspar,  rutUe,  brookite,  anatase,  zircon,  diaspore,  magnetic  iron,  gold 
in  grains,  anhydrous  phosphate  of  alumina  and  lime,  a  silicate  of  yttria,  and  a  hydro-phosphate  of 
yttria.  At  Bogagem,  Minas  Geraes,  an  enormous  diamond  of  254j  carats  has  been  found;  it  was 
a  dodecahedron,  with  beveled  edges,  in  which  there  were  impressions  of  other  diamond  crysta.s, 
showing  that  it  was  originafiy  one  of  a  cluster;  it  weighs,  since  cutting,  122  to  125  carats,  and  is 
called  the  "  Star  of  the  South."  The  Brazilian  mmes  were  first  opened  in  1727,  and  it  is  estimated 
that  since  then  they  have  yielded  two  tons  of  diamonds. 

The  Ural  diamonds  occur  in  the  detritus  along  the  Adolfskoi  rivulet,  where  worked  for  ^old, 
and  also  at  other  places. 

In  India  the  diamond  is  met  with  at  Purteal,  between  Hyderabad  and  Masulipatam,  where  the 
famous  Kohinoor  was  found ;  but  there  are  now  only  two  places  of  exploration,  and  these  are  let 
to  some  of  the  natives  for  less  than  25  francs  a  year ;  and  if  the  hands  find  a  stone  worth  four  or 
five  rupees  (§2  to  $2|)  a  month,  they  consider  themselves  fortunate.  To  such  a  state  are  the 
famous  mines  of  Golconda  now  reduced.  They  are  obtained  also  near  Parma  in  Bundelcund, 
where  some  of  the  most  magnificent  specimens  have  been  found ;  also  on  the  Mahanuddy  near 
Ellore.  The  locahty  on  Borneo  is  at  Pontiana,  on  the  west  side  of  the  Ratoos  mountain.  The 
river  Gunil,  in  the  province  of  Constantine  in  Africa,  is  reported  to  have  afforded  some  diamonds. 

In  the  United  States  a  few  crystals  have  been  met  with  in  Rutherford  Co.,  N.  C,  and  Hail  Co., 
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Ga  (Am.  J.  Sci.  IT.  ii.  253,  and  xv.  373);  they  occur  also  at  Portis  mine,  Franklin  Co.,  K  C. 
(Grcnth);  one  handsome  one,  over  ^  in.  in  diameter,  in  the  village  of  Manchester,  opposite 
Richmond,  Va. 

In  CaUfornia,  at  Cherokee  ravine,  in  Butte  Co. ;  also  in  N.  San  Juan,  Nevada  Co. ;  in  French 
Corral,  one  of  1^  carats;  at  Forest  Hill,  El  Dorado  Co.,  of  1^  carats;  Fiddletown,  Amador  Co.; 
near  Placerville.    Reported  from  Idaho. 

In  Australia,  in  the  valley  of  the  Turon ;  in  the  bed  of  the  Macquarie ;  mouth  of  Pyramul 
Creek ;  on  Calcula  Creek  ;  and  also  in  Victoria;  also  in  West  Australia,  at  Freemautle. 

In  Brazil  the  diamond  has  been  found  massive,  in  small  black  pebbles,  caUed  carhonaAo,  having 
the  specific  gravity  3*0 12 — 3  4lr^.  They  proved  on  trial  to  be  pure  carbon  excepting  2*07  to  0-27 
per  cent.  This  compact  diamond  is  sold  in  the  region  at  75  cents  the  carat  of  three  and  one-sixth 
grains  troy,  and  the  masses  are  sometimes  carats  in  weight 

Brewster  fijids  that  diamonds  contain  generally  numerous  microscopic  cavities,  and  some  are 
rendered  nearly  black  by  their  number ;  and  arouud  these  cavities  the  diamond  shows  evidence 
of  compression,  as  if  from  pressure  in  the  included  gas  when  the  diamond  was  crystallizing. 
Diamonds  have  been  observed  having  impressions  of  other  crystals. 

The  largest  diamond  of  which  we  have  any  knowledge  is  mentioned  by  Tavernier  as  in  posses- 
sion of  the  Great  Mogul.  It  weighed  originally  900  carats,  or  2769"8  grains,  but  was  reduced  by 
cutting  to  861  grains.  It  has  the  form  and  size  of  half  a  hen's  egg.  It  was  found  in  1550  in  the 
mine  of  Colone.  The  Pitt  or  Regent  diamond  weighs  but  136'25  carats,  or  419j  grains;  but  is 
of  unblemished  transparency  and  color.  It  is  cut  in  the  form  of  a  brilHant.  and  is  estimated  at 
£125,000.  The  Kohinoor  measured,  on  its  arrival  in  England,  about  If  inches  in  its  greatest 
diameter,  over  f  of  an  inch  in  thickness,  and  weighed  1 86t,-f  carats,  and  was  cut  with  many 
facets.  Ifc  has  since  been  recut,  and  reduced  to  a  diameter  of  1,^=-  by  If  nearly,  and  thus 
diminished  over  one-third  in  weight.  It  is  supposed  by  Mr.  Tennant  to  have  been  originally  a 
(iodocahedron,  and  he  suggests  that  the  great  Russian  diamond  and  another  large  slab  weighing 
IBO  carats  were  actually  cut  from  the  original  dodecahedron.  Tavernier  gives  the  original  weight 
at  7S7f  carats.  The  Rajah  of  Mattan  has  in  his  possession  a  diamond  from  Borneo,'  weighing 
367  carats.  The  mines  of  Brazil  were  not  known  to  afford  diamonds  till  the  commencement  of 
the  18th  century. 

Colorless  diamonds  are  in  general  most  highly  esteemed.  When  cut  and  pohshed,  a  diamond  of 
the  purest  water  in  England,  weighing  one  carat,  is  valued  at  £12  ;  and  the  value  of  others  is 
calculated  by  multiplying  the  square  of  the  weight  in  carats  by  12,  except  for  those  exceeding, 
20  carats,  the  value  of  which  increases  at  a  much  more  rapid  rate.  This  rule  is  scarely  regarded 
in  market,  as  the  standard  of  purity  and  taste  for  different  countries  difters,  and  the  slightest  tinge 
of  color  affects  greatly  the  commercial  value.  Blue  is  an  exceedingly  rare  color  ;  and  one  of  this 
shade,  the  Hope  diamond,  weighing  only  4^-  carats;  but  of  peculiar  beauty  and  brilliancy,  is  valued 
at  £25,000.  A  yeUowish  diamond  of  large  size  (value  £12,000)  has  been  found  by  Fremy  to  take 
a  rose-red  color  when  heated,  which  color  it  retains  for  two  or  three  days,  and  then  resumes  the 
original  yellow.    An  emerald-green  diamond  in  the  Dresden  Treasury  weighs  31:^  carats. 

The  ancient  Romans  had  rings  set  with  the  diamond,  and  used  the  cliippiugs  for  arming  gra  vers'  . 
tools.  Pliny  speaks  of  the  six-angled  form  of  the  crystals  of  the  adamas,  and  their  resemblance 
to  two  pyramids  or  tops  placed  base  to  base,  a  description  that  would  apply,  perhaps,  as  well  to  a 
double  hexagonal  pyramid  as  to  an  octahedron ;  yet  it  is  probable,  from  the  other  characters  men- 
tioned, the  hardness,  rarity,  small  size,  use,  and  occurrence  in  gold  regions,  that  the  octahedral 
diamond  was  referred  to.  The  adamas  of  the  ancients  included  some  corundum  and  other  hard 
stones,  and  even  hard  metal.  Theophrastus  makes  no  mention  oi"  the  true  diamond.  (See,  on  the 
adamas  of  the  ancients.  King  on  Precious  Stones  and  Gems,  p.  19.) 

The  method  of  pohsliing  diamonds  was  discovered  in  1456,  by  Louis  Berquen,  a  citizen  of 
Bruges,  previous  to  which  time  the  diamond  was  known  in  Europe  only  in  its  uncut  state.  It 
appears  to  have  been  practised  long  before  in  India,  the  faceting  of  the  Kohinoor  dating  far  back 
into  uncertain  time.    (See  King,  pp  30,  31.) 

The  diamond  has  probably  proceeded,  like  mineral  coal  and  oil,  from  the  slow  decomposition  of 
vegetable  material,  or  even  from  animal  matters,  either  source  affording  the  requisite  carbon ;  but 
it  has  been  formed  under  those  conditions  as  to  heat  that  has  produced  the  metamorphism  of 
argiUaceous  and  arenaceous  schists  and  their  auriferous  quartz  veins  ;  since  it  is  found  exclusively 
in  gold  regions,  or  in  the  sands  derived  from  gold-bearing  rocks.  The  scliists  that  were  altered 
at  the  time  may  have  previously  been  shales  impregnated  with  petroleum,  or  other  carbonaceous 
substances  (hydrocarburets)  of  organic  origin.  Chancourtois  observes  that  the  formation  from  a 
hydrocarburctted  vapor  or  gas  is  analogous  to  that  of  sulphur  from  hydrosulphuretted  emana- 
tions. In  the  oxydation  of  the  latter  by  the  humid  process,  the  hydrogen  becomes  oxydized,  and 
caly  a  part  of  the  sulphur  changes  to  sulphurous  acid,  the  rest  remaining  as  sulphur.  So  in  tho 
huaid  oxydation  of  a  carburetted  hydrogen,  the  hydrogen  is  oxydized,  part  of  the  carbon  becomes 
carbonic  acid,  and  the  rest  remains  as  carbon  and  may  form  crystaUized  diamond. 
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NATIVE  ELEMENTS. 


25.  GRAPHITE.  Plumbago,  MolybdiBna,  Bly-Ertz,  Broinell,  Min.,  58,  1*739  [not  Plumbago 
Agric,  Gesner].  Bljertz  pt ,  Mica  pictoria  nigra,  Molybdsena  pt..  Wall,  131,  1747.  Mioa  dea 
Peintres,  Crayon,  Fr.  Trl.  "Wall,  1753.  Black  Lead.  Reissbley  (= Drawing-lead)  Germ.  Molyb- 
daenum  Zr^■w7^.,  1768.  Plumbago /Sc^eefe  (proving  its  carbon  nature),  Ak.  H.  Stockholm,  1779. 
Plombagine  de  Lisle,  Crist.,  1783.  G-raphit  Wern.,  Bergm.  J.,  380,  1789,  Karst,  Mus.  Lesk.,  ii 
339,1789.    Carburet  of  Iron.    Per  carbure -Pr. 


Hexagonal.  In  flat  six-sided  tables.  ^A^=85°  29',  Kenngott,  by  cal- 
culation from  Ticonderoga  crystals,  which  have  the  planes  2^,  |-2  and  2-2, 
with,  approximately,  6>Af-2=:137°,  6> A 2=110°,  and  Oa2=122°.  Aplane, 
observed  by  Haidinger,  is  probably  ^Jc,  or  ^-2  ;  the  angle  measured,  40°  56', 
was  the  basal  angle  of  the  pyramid.  The  basal  planes  {0)  are  often  striated 
parallel  to  the  alternate  edges.  Cleavage  :  basal,  perfect.  Commonly  in 
imbedded,  foliated,  or  granular  masses.  Earely  in  globular  concretions 
radiated  in  structure. 

H.  =  l— 2.  G.  =  2-0891;  of  Ticonderoga,  2'229  Kenngott;  2-14  Wun- 
siedel,  Fuchs.  Lustre  metallic.  Streak  black  and  shining.  Color  iron- 
black — dark  steel-gray.  Opaque.  Sectile ;  soils  paper,  Thin  laminae 
flexible.    Feel  greasy. 

Var. — (a)  Foliated;  (b)  columnar,  and  sometimes  radiated;  (c)  scaly,  massive,  and  slaty 
(d)  granular  massive  ;  (e)  earthy,  amorphous,  without  metallic  lustre  except  in  the  streak ;  (/ )  in 
radiated  concretions. 

Comp. — Pure  carbon,  with  often  a  httle  oxyd  of  iron  mechanically  mixed.  Scheele  (1779, 1.  c.) 
and  some  later  chemists  made  the  iron  essential,  and  the  species  a  carburet  of  iron.  Vauuxem  in 
1825  (J.  Ac.  PhQad.,  v.  21)  showed  that  the  iron  was  an  oxyd,  and  unessential.  He  obtained 
from  the  graphite  of  Bustletown,  Pa.,  Carbon  94:"4,  ox.  iron  and  manganet^e  r4,  silica  2-G,  H  0*6  — 
99.  Fuchs  found  (J.  pr.  Ch.,  vii.  253)  only  0-33  p.  c.  of  ash  (or  impurities)  in  that  of  Wunsiedel, 
a  pure  black,  amorphous,  unmetallic  kind,  metallic  in  streak,  having  Gr.  =  2'14;  Fritzsche  (B.  H. 
Ztg.,  323,  1854)  0-9  in  that  of  Ceylon. 

The  following  are  analyses  of  different  graphites  by  C.  Mene  (C.  R.,  Ixiv.  1091,  1867): 

Comp.  of  100  parts  of  ash. 


1.  Ural,  Mt.  Alibert 

2.  Cumberland,  England 

3.  Mugrau,  Bohemia 

4.  Zaptau,  Lower  Austria 

5.  Swarbock,  Bohemia 

6.  Fagerita,  Sweden 

7.  Cumberland 

8.  Passau,  Bavaria 

9.  Buckingham,  Canada 

10.  Cumberland 

11.  Ceara,  Brazil 

12.  Passau,  Bavaria 

13.  Madagascar 

14.  Ceylon 

15.  Pissie,  Hautes-Alpes 

Other  analyses:  16-19,  Y.  Regnault  (Ann.  Ch.  Phys.,  II.  i.  202);  20,  21,  C.  G.  Wheeler  (priv 
oontrib.) : 


__A  

Alk.  & 

G. 

Carbon 

YoL 

Ash 

Si 

^1 

Fe  Mg,Oa  loss. 

2-1759 

9403 

0-72 

5-25 

64-2 

24-7 

10-0 

0-8 

0-3 

2-3455 

91-55 

1-10 

7-35 

52-5 

28-3 

12-0 

6-0 

1-2 

2-1197 

91  05 

4-10 

4-85 

61-8 

28-5 

8-0 

0-7 

1-0 

2-2179 

90-63 

2-20 

7-17 

55-0 

3U-0 

14-3 

0-7 

2-3438 

88-05 

1-05 

10-90 

62  0 

28-5 

6-3 

1-5 

1-7 

2-1092 

87-65 

155 

1080 

5S-6 

31-5 

7-2 

0-5 

2-2 

2-5857 

84-38 

2-62 

13-00 

62-0 

25-0 

100 

2-6 

0-4 

2-3032 

81-08 

7-30 

11-62 

53-7 

35-6 

6-8 

1-7 

2-2 

2-2863 

78-48 

1-82 

19-70 

65-0 

25-1 

6-2 

0-5 

1-2 

2-4092 

7810 

6-10 

15-80 

58-5 

30-5 

7-5 

3-5 

2-3865 

77-15 

2-55 

20-30 

79-0 

11-7 

7-8 

1-5 

2-3108 

73-65 

4-20 

22-15 

69-5 

21-1 

5-5 

2-0 

1-9 

2-4U85 

70-69 

5  18 

24-13 

59-6 

31-8 

6-8 

1-2 

0-6 

2-2659 

68-30 

5-20 

26-50 

60-3 

41-5 

8-2 

2-4572 

59-67 

3-20 

37-13 

68-7 

20-8 

8-1 

1-5 

0-9 

16.  Canada  (I.) 

17.  "  (II) 

18.  "  (III.) 

19.  Siberia 

20.  Albert  mine,  Siberia 

21.  " 


C  H    m  Ash 

86-8  0-5  12-6  =  99-9  Regnault. 

76  35  0-70  23-40=100-45  Regnault. 

98  56  1-34  0-20=100-10  Regnault. 

89-51  0-60  10-40=100-51  Regnault. 

9^-7    5  3  =  100  Wheeler. 

97-17    2-83=100  Wheeler. 


G-RAPHITE. 


25. 


In  the  a  of  Mariinskoi,  v.  Jevreinof  found  (Russ.  B.  J.  1849)  C  94-77,  ash  5  22  (  =  Si  2-04, 
1-83,  A\  U'88,  Mg,  Oa  0*17);  v.  Laskovskj  found  (Bull.  Sjc.  Nat.  Moso.  185n)  in  a  plumose  var. 
C  83-755,  ash  15-111,  water  0-888;  v.  Pusirevski  found  (Verh.  Min.  Ges.  St.  Pet.  1857,  1858)  C 
84  08,  Si  10  98,  H  3-77,  with  some  Pe,  Oa,  Mn,  and  G.=:2-26  — 2-31.  In  G.  of  the  Kirghis 
Steppe,  Hermann  found  C  40-55,  earthy  matters  56-56,  H  2-89  =  100.  These  results  show  tiiat 
the  variations  arising  from  impurities  are  great.  The  material  analyzed  by  Vfheeler  is  that  used 
by  the  lirm  of  A.  W.  Faber. 

Tremenhetrite,  Piddington,  appears  to  be  impure  graphite,  or  is  between  coal  and  graphite  ;  it  is 
scaly  in  structure,  and  highly  metallic  in  luj'.tre.  It  aftbrded  Piddington  Carbon  85-70,  water  and 
sulphur  4-00,  sesquioxyd  of  iron  2*50,  earthy  impurities,  chiefly  silica,  7-50,  water  and  loss  0-30  = 
100  ;  the  iron  occurs  as  sulphuret.    Tenasserim,  Rev.  F.  Mason,  Maulniain,  1852,  p.  52. 

Pyr.,  etc. — At  a  high  temperature  it  burns  without  flame  or  smoke,  leaving  usually  some  red 
oxyd  of  iron.  B.B.  infusible ;  fused  with  nitre  in  a  platinum  spoon,  deflagrates,  converting  the 
reagent  into  carbonate  of  potash,  which  effervesces  with  acids.    Unaltered  by  acids. 

Obs. — Graphite  occurs  in  beds  and  imbedded  masses,  laminae,  or  scales,  in  granite,  gneiss,  mica 
schist,  crystalline  limestone.  It  is  in  some  places  a  result  of  the  alteration  by  heat  of  the  coal  of 
the  coal  formation.    Sometimes  met  with  in  greenstone.    It  is  a  common  furnace  product. 

A  fine  variety  of  graphite  occurs  at  Borrowdale  in  Cumberland,  in  nests  in  trap,  which  occurs 
in  clay  slate  ;  in  Glenstrathfarrar  in  Invernesshire,  forms  nests  in  gneiss ;  at  Arendal  in  Norway,  in 
quartz ;  at  Pargas  in  Finland ;  in  the  Urals,  Siberia,  Finland ;  in  various  parts  of  Austria ;  Prus- 
sia ;  France ;  at  Craigman  in  Ayrshire,  it  occurs  in  coal  beds,  which  have  been  altered  by  contact 
with  trap.  In  Irkutsk,  in  the  Tunkinsk  mts.,  at  the  very  valuable  Mariinskoi  graphite  mine,  a 
large  mass  has  been  obtained,  having  the  structure  of  the  wood  from  which  it  was  formed.  Large 
quantities  are  brought  from  the  East  Indies. 

Forms  beds  in  gneiss,  at  SturbridgCj  Mass.,  where  it  presents  a  structure  between  scaly  and 
fine  granular,  and  an  occasional  approximation  to  distinct  crystallizations  ;  also  at  North  Brook- 
field,  Brimfield,  and  Hinsdale,  Mass.;  extensively  in  Cornwall,  near  the  Housatonic,  and  in  Ash- 
ford,  Conn. ;  also  in  Brandon,  Vt. ;  at  Grenville,  C.  E.,  associated  with  sphene  and  tabular  spar 
in  granular  limestone.  Foliated  graphite  occurs  in  large  quantities  at  Ticonderoga,  on  Lake  George ; 
also  upon  Roger's  Rock,  associated  with  pyroxene  and  sphene.  Near  Amity,  Orange  Co.,  N.  Y., 
it  is  met  with  in  white  limestone,  accompanying  spinel,  chondrodite,  hornblende,  etc. ;  at  Rossie, 
St.  Lawrence  Co.,  N.  Y.,  with  iron  ore,  and  in  gneiss ;  in  Franklin,  N.  J.,  in  rounded  concre- 
tions radiated  within  ;  in  Wake,  N.  C. ;  on  Tyger  River,  and  at  Spartenburgh  near  the  Cowpens 
Furnace,  S.  C. ;  also  in  Bucks  Co.,  Penn.,  three  miles  from  Attleboro',  associated  with  tabular 
spar,  pyroxene,  and  scapohte ;  and  one  and  a  half  miles  from  this  locality,  it  occurs  in  abundance 
in  syenite,  at  Mansell's  black  lead  mine.    There  is  a  large  deposit  at  St.  John,  New  Brunswick. 

In  the  United  States,  the  mines  of  Sturbridge,  Mass.,  of  Ticonderoga  and  Fishkill,  N.  Y.,  of 
Brandon,  Vt.,  and  of  Wake,  N.  C,  are  worked ;  and  that  of  Ashford,  Conn.,  formerly  ailbrded  a 
large  amount  of  graphite. 

The  name  Uack  lead,  apphed  to  this  species,  is  inappropriate,  as  it  contains  no  lead.  The  name 
graphite,  of  Werner,  is  derived  from  yo  i/)'.),  Iw7ite. 

Nordenskiold  makes  the  graphite  of  Ersby  and  Storgard  monoclinic,  with  tlie  inclination  of  the 
vertical  axis  88''  14',  i-i  (cleavage  facej  on  faces  of  oblique  prism=106°  21',  and  angle  of  prism 
122"  24'  (Fogg.,  xcvi.  110). 
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II.  SULPHIDS,  TELLURIDS,  SELENIDS,  ARSENIDS, 
ANTIMONIDS,  BISMUTHIDS. 


There  are  three  natural  divisions  of  the  species  of  this  section : 

1.  Simple  Sulphids  and  Tellueids  of  Metals  of  the  Sulphur  or 
Arsenic  Group. 

.2.  Seviple  Sulphids,  Tellueids,  Selenids,  Arsenids,  Antumonids,  Bis- 
MUTHiDS,  OF  Metals  of  the  Gold,  Iron,  and  Tin  Groups.  Some  of  the 
species  contain,  along  with  sulphur,  also  arsenic,  antimony,  or  bismuth  ; 
but  the  arsenic,  antimony,  or  bismuth,  in  such  cases,  replaces  sulphur  as 
its  isomorph. 

3.  Double  Sulphids  :  or  Sulpharsenites,  Sulphantemonites,  Sulpho- 
bismuthites. 

In  this  section  of  Sulphids,  etc.,  the  atomic  weights  of  arsenic,  antimony  and  bismuth  are  taken 
at  half  the  value  giveu  in  the  table  on  pagexvi,  as  it  is  in  this  state  that  they  approximate  to  sul- 
phur iu  the  forms  and  relations  of  their  compounds.  The  atomic  weights  thus  halved  are,  for 
arsenic  37'5,  antimony  61,  bismuth  105;  that  of  sulphur  being  16. 


1.  SIMPLE  SULPHIDS  AND  TELLURIDS  OF  METALS  OF 
THE  SULPHUR  AND  ARSENIC  GROUPS. 

1.  REALGAR  GROUP.    Composition  RS.    Crystallization  Monoclinic. 

26.  Realgar,  AsS. 

2.  ORPIMEXT  GROUP.    Composition  R^Sl    CrystaUization  Orthorhombic. 

27.  Orpdiext,  As^S^  29.  Stibnite,  Sb-S^ 

28.  Dimoepiihe,     ?As^S^  30.  Bismuthixite,  Bi-R^ 

3.  TETRADY-MITE  GROUP.    Containing  Bi,  Te. 

31.  Tetr.vdymite,  33.  Wehrlite. 

32.  Joseite. 

4.  MOLYBDENITE  GROUP.    Contaming  Molybdenum. 

34.  Molybdenite,  MoS'^. 

26.  REALGAR.  '^avSap.Ur,  Theophr.,  325  B.C.  'LavSapi-xn  Dioscor.,  50  a.d.  Saudaracha  Plin^ 
XXXV.  6,  77  a.d.  Sandaraca  Germ.  Reuschgeel,  Rosgeel,  Agric,  4-14,  etc.,  1529.  Interpr.,  468. 
1546.  Rauschgelb  pt,  Arsenicum  sulphure  mixtum,  Risigallum  pt.,  Realpar.  Arsenicum  rubrum, 
Wall,  224,  1747.    Arsenic  rouge  Fr.  Trl.  Wall.,  4u6,  1753.    Realgar  U  tif,  Rubine  d'Arseuic, 
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de  Lisle,  ill  333,  1183.  Red  Sulphuret  of  Arsenic.  Rothes  Rausd^elb,  Opermeiit,  Cerm.  Arsenic 
sulfure  rouge  Fr. 

Monocliuic.  C=GQ°  5',  I A  7=U°  20',  Marignac,  Scacclii  6>  A  1-1=138° 
21';  aib  :  c=0-6T55  :  1  :  0-6913. 

6>A/=:101:°  12'  0  A  ^-^=113°  55'        i-\  A    1=133°  1' 

6^Al-*=139  38         f2Az-2  =  113     6         ^-lAl-2  =  115  1 

Cleavage  :  i-l,  0  rather  perfect ;  I,  i-i  in  traces.  Also  granular,  coarse 
or  fine ;  compact. 


1-^ 
U 


i-'2 


■1-2 


i-2 
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2-2 


1-2 


^-2 


2-4 


1-4 


3-6 


Observed  planes. 


t — 3 "6.  Lustre  resinous.  Color  aurora-red  oi 
varying  from  orano-e-red  to  aurora-red.  Trans- 


H.==l-5— 2.  G.=3- 
orange-yellow.  Streak 

parent — translucent.    Fracture  conclioidal,  uneven. 

Comp. — As  S— Sulphur  29-9,  arsenic  70-1  =  100,  A  specimen  from  Pola  de  Lena  in  Asturia, 
Spain,  gave  Hugo  Miller  (J.  Ch.' Soc,  xi.  242)  S  30-00,  As  70-25. 

Pyr.,  etc. — In  the  closed  tube  melts,  volatilizes,  and  gives  a  transparent  red  sublimate ;  in  the 
open  tube,  sulphurous  fumes,  and  a  white  crystaUine  sublimate  of  arsenous  acid.  B.B.  on  char- 
coal burns  with  a  blue  flame,  emitting  arsenical  and  sulphurous  odors.    Soluble  in  caustic  alkalies. 

Obs. — Occurs  with  ores  of  silver  and  lead,  at  Felsobanva  in  Upper  Hungary,  at  Kapuik  and 
Nagyag  in  Transylvania'  at  Joachimsthal  in  Boliemia,  at  Schneeberg  in  Saxony,  at  Andreasberg 
in  fhe  Harz;  at  Tajowa  in  Hungary,  in  beds  of  clay;  at  Biuncnthal.  Switzerland,  in  dolomite;  at 
"\l\''iesloch  in  Baden,  in  the  Muschelkalk ;  near  Jularaerk  in  Kcordistan ;  in  Yesuvian  lavas,  in 
minute  crystals.  Strabo  speaks  of  a  mine  of  sandaraca  (the  ancient  name  of  this  species)  at 
Porapeiopolis  in  Paphlagonia. 

For  recent  crystallographic  observations  see  Hessenberg's  Min.  Notizen,  Nos.  1  and  3. 

The  name  realgar  is  of  Arabic  origin. 

Alt.— Changes,  on  exposure,  to  orpiment  (As-  S^)  and  arsenolite  (As^  0^),  6  of  As  S  Jr^c.-ming 
2  As-  S^,  and  2  As  being  set  free  which  changes  to  As'-  0^  or  arsenolite  (Yolger).  A  black  crust 
sometimes  forms  on  realgar,  which  is  supposed  by  Yolger  to  bo  a  sulphid  containing  less  sulphur 
than  realgar. 


27.  ORPIMENT.  'ApptviKov  Theophr.  'Ao'jeviKov  Dioscor.  Auripigmentum,  Arrlienicum,  Plin., 
xxxiii.  22,  xxxiv.  56.  Auripigmentum,  Germ.  Operment,  Agric,  Interpr.,  463,  1546.  Orpiment. 
Rauschgelb  pt,,  Risigallum  pt.,  Arsenicum  flavum,  Wall.,  224,  1747.  Arsenic  jaune  Fr.  trl.  Wall., 
i.  406,  1753.  Gelbes  Rauschgelb  Germ.   Arsenic  sulfure  jaune  Fr.  Yellow  sulphuret  of  Arsenic 

Ortlioi-hombic.  7a  7=100°  40',  O  A\-i=im°  30' ;  a  :  ^»  :  6^=1-3511  :  1  : 
1*205U.    Observed  planes  as  in  the  annexed  figure. 
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OAl-l: 


131°  45' 
:127  27 


^-2  A  ^-2  ov. 
2-2  A  2-2  adj.  : 


117°  49' 

94  20 


1-  ^  A 1-1= 83°  30' 

2-  2  A  2-2  ov.  l-fcl31  36 


Cleavage  :  i-%  liiglily  perfect,  i-i  in  traces,  i-i  longitudi- 
nally striated.  Also,  massive,  foliated,  or  columnar  • 
sometimes  reniform. 

H.  =  1-5  -  2.  G.  =  3-48,  Haidinger ;  34,  Breithaupt. 
Lustre  pearly  upon  the  faces  of  perfect  cleavage ;  else- 
where resinous.  Color  several  shades  of  lemon-yellow. 
Streak  yellow,  commonly  a  little  paler  than  the  color. 
Subtransparent — sul)translucent.  Sub-sectile.  Tiiin  lami- 
nae obtained  by  cleavage  flexible  but  not  elastic. 

Comp.— As^       Sulphur  39,  arsenic  61  =  100. 
Pyr.,  etc. — In  the  closed  tube,  fuses,  volatilizes,  and  gives  a  dark  yel- 
low sublimate ;  other  reactions  the  same  as  under  realgar.   Dissolves  in  nitromuriatic  acid  and 
caustic  alkalies. 

Obs. — Orpiment  in  small  crystals  is  imbedded  in  clay  at  Tajowa,  near  Neusohl  in  Upper  Hun- 
gary. It  is  usually  in  foliated  and  fibrous  masses,  and  in  this  form  is  found  at  Kapnik  in  Tran- 
sylvania, at  Moldawa  in  the  Banuat,  and  at  Felsobanya  iu  Upper  Hungary,  where  it  exists  in 
metalliferous  veins,  associated  with  realgar  and  native  arsenic ;  at  Hall  in  the  Tyrol  it  is  found  in 
gypsum ;  at  St.  Gothard  in  dolomite ;  at  the  Solfatara  near  Naples,  it  is  the  result  of  volcanic 
sublimation;  in  Folmsdorf,  Styria,  found  in  brown  coal.  Netr  Julamerk  in  Koordistan,  there  is 
a  large  Turkish  mine.  Occurs  also  at  Acobambillo,  Peru.  Small  traces  are  met  with  in  EdenviUe. 
Orange  Co.,  N.  Y.,  on  arsenical  iron. 

The  name  orpiment  is  a  corruption  of  its  Latin  name  auripigmentum,  '■'golden  paint,''^  which  was 
given  in  allusion  to  the  color,  and  also  because  the  substance  was  supposed  to  contain  gold. 

The  crystalline  form  is  made  monoclinic  by  Breithaupt  (B.  H.  Ztg.,  xxv.  194).  He  makes  i-l  the 
clinodiagoual  plane,  and  i-i  the  front  or  orthodiagonal,  with  the  planes  i-%  above  and  below  i-i, 
hemidomes,  inchned  at  unequal  angles  on  that  below  at  an  angle  2"  to  3°  the  smaller.  Also, 
he  makes  ^■-2  the  plane  /.    No  defijiite  measurements  are  given. 


28.  DIMORPHITE.    Dimorfina  ScaccM,  Mem.  Geol.  sulla  Campania,  Napoli,  116,  1849. 

Orthorhombic.  Two  types  :  (A),  IaI=  98°  6^  0  Al-l  =  127°  50' ;  a  : 
b  :  c=l-2S76  :  1  :  11526  •  (B)  common  form,  /A  7=100°  32^  6>  A  1-?=127*' 

V',  a-.h:  c=  1-3262  :  1  :  1-203. 
Observed  planes  as  in  the  an- 
nexed figures. 

In  A,  6>Al=120°  23^  0  M-i 
=  131°  50',  6>Af^  =  150°  49', 
\-iM-i  over  6>=83°  40',  lAl 
ov.  l-z=lll°  10'. 
J  In  B,  6>Af-^=121°  6',  OaVI 
^  =151°7',  6>Aff=llt)°40',f|A 
^-f=112°  45'.  Cleavage  none. 
CiTstals  minute. 

II.  =  l-5.  G.  =  3-58.  Lustre  splendent  adamantine.  Color  orange-yel- 
low:  powder  saffron-yellow.    Transhicent  and  transparent.  Fragile. 

Comp, — From  imperfect  trials  by  Scacchi,  perhaps  As"*  S^=:Sulphur  24*55,  arsenic  75-45  =  100. 

Pyr.,  etc. — Heated  in  a  porcelain  crucible  with  a  spirit  lamp,  affords  odorous  fumes  and  be- 
comes red;  with  more  heat  becomes  brown,  giv^es  off  yellow  fumes,  and  evaporates,  leaving  no 
residue ;  with  soda  a  garlic  odor.    Completely  soluble  in  nitric  acid. 

Obs. — From  a  fumarole  of  the  Solfatara,  Phlegrsean  fields.  Crystals  not  over  half  a  mihimetet 
in  their  longest  direction. 
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29.  STIBNITE.  Ert/i^ii,  "UriSc,  Tlhirvoj)^ i\[iov,  Dioscor.  Stimrai,  Stibi,  Stibium,  Plin.,  xxxiii.  33, 
34.  Stibi,  Spiessglas.  Basil  Valentine  (who  proved  it  to  contain  sulphur),  1430.  Lupus  metal- 
loriun  Aldiem.  Spiess-Glass-Erz  Briickmann,  Berkwerke,  1727.  Spitsglasmalm,  Minera  Anti 
mouii,  Antimoniura  Sulphure  mineralisatum,  Wall,  237,  1747.  Grauspiessglaserz,  Grauspiess- 
glauzerz,  Antiraonglanz,  Germ.  Antimoine  sulfure  i^r.  Sulphuret  of  Antimony;  Gray  Anti- 
mony; Antimony  Glance.  Stibine  Beud.,  Tr.,  ii.  421,  1832.  Antimonit  Haid.,  Handb,,  568, 
1845.    Stibnite  Z>ana,  Min.,  1854. 

Orthorhombic.  I A  1=90°  54',  0  Al-i=lS'^°  16';  a:  h\  (?=l-0259  :  I: 
J -0158.  Observed  planes:  O;  vertical  /,  i-i^  i-l,  i-^^  i-^^  i-^^  i-^^  i-^^  i-l^ 
^-5,  ^'-f,       ^'-3  ;  domes,       J-z,  -J-z,  l-z,  -J-z,       f-z,  l-z,  Z-i ;  octahe- 

drons,  I,  A,  1,  3;  1-f,  1-f,  1-f,  l-f,         f2,  fS,  fi,         2-2,  6-2,  3-3,  |-4, 
Krenner. 

6>Ai=:154:°  20'.        6>  A  1-2=134°  42'^. 
6>Al  =  121:  45  ^-2  A2'-2,  mac.,  =  127  36 

14  Al-z,  top,=89  24 

striated 


6>  A  1  =  124°  45'. 

1  Al,brach.,  =  108  40 


6^  A  2-5=113  49 
Lateral  planes 


1  Al. 


bas.,=110 
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deeply 

longitudinally.  Cleavage  :  i-i  bigbly 
pertect.  Often  columnar,  coarse  or 
line  ;  also  granular  to  impalpable. 

H.  =  2.  G. =4-516,  Haiiy;  4-62, 
Mohs.  Lustre  metallic.  Color  and 
streak  lead-gray,  inclining  to  steel- 
gray  :  subject  to  blackish  tarnish, 
sometimes  iridescent.  Fractm'e 
small  sub-conchoidal.  Sectile.  Thin 
laminae  a  little  flexible. 

Comp.— Sb^  S'= Sulphur  28  2,  antimony 
71*8  =  100,  Bergmann,  who  made  the  first 
determination  of  the  sulphur  in  the  mineral 

(Opusc,  ii.  167,  1782),  obtained  S  26,  Sb  74=rl00.  Eight  analyses  of  stibnitc  from  Arnsberg, 
"Westphalia,  gave  Schneider  a  mean  of  Sb  71*48,  S  28-52,  excluding  0-33  p.  c.  of  quartz;  the 
results  of  the  analyses  varied  from  71 '441  to  71'519  (Pogg.,  xcviii.  293).  Schnabel  obtained 
for  the  same  Sb  72-02,  S  27-85,  Fe  0-13  (Ramm.  Min.  Ch.,  39). 

Pyr.,  etc. — In  the  open  tube  sulphurous  and  antimonous  fumes,  the  latter  condensing  as  a 
white  sublimate  which  B.B,  is  non-volatile.  On  charcoal  fuses,  spreads  out,  gives  sulphurous 
and  antimonous  fumes,  coats  the  coal  white  with  oxyd  of  antimony;  tliis  coating  treated  in  R.F. 
tinges  the  flame  greenish-blue.    Fus.^l.    When  pure  perfectly  soluble  in  muriatic  acid. 

Obs. — Occurs  with  spathic  iron  in  beds,  but  generally  in  veins.  Often  associated  with  blende, 
heavy  spar,  and  quartz. 

Met  with  in  veins  at  Wolfsborg,  in  the  Harz :  at  Braunsdorf,  near  Freiberg;  at  Przibram; 
Felsobanya,  Schemnitz,  and  Kremnitz,  in  Hungary,  where  it  often  occurs  in  diverging  prisms, 
several  inches  long,  accompanied  by  crystals  of  heavy  spar  and  other  mineral  species  ;  at  Pereta, 
in  Tuscany,  in  crystals :  in  Katharinenberg.  in  the  Urals ;  in  Dumfriesshire,  fibrous  and  laminated ; 
in  Cornwall,  abundant  near  Padstow  and  Tintagel ;  also  crystallized  at  Wheal  Boys  ;  at  Hare  Hill, 
in  Scotland ;  in  Perthshire.    Also  found  at  different  Mexican  mines.    Also  abundant  in  Borneo. 

In  the  United  States,  it  occurs  sparingly  at  Carrael,  Penobscot  Co.,  Me. ;  at  Cornish  and  Lyme, 
N.  H. ;  at  '"Soldiers  Delight,"  Md. ;  abundant  in  the  granitic  range,  south  side  of  Tulare  valley, 
near  pass  of  San  Amedio ;  in  the  Humboldt  mining  region  in  Nevada,  and  usuaUy  argentiferous ; 
also  in  the  mines  of  Aurora,  Esmeralda  Co.,  Xevada.  Also  found  in  New  Brunswick,  20  m.  from 
Fredericton,  S.  W.  side  of  St.  John  R. 

This  ore  affords  nearly  all  the  antimony  of  commerce.  The  crude  antimony  of  the  shops  ia 
obtained  by  simple  fusion,  which  separates  the  accompanying  rock.  From  this  product  most  of 
the  pharmaceutical  preparations  of  antimony  are  made,  and  the  pure  metal  extracted. 

This  ore  was  employed  by  the  ancients  for  coloring  the  hair,  eyebrows,  etc.,  to  increase  the 
apparent  size  of  the  eye ;  whence  they  called  the  ore  TrXaTv6<pSaXnjv,  from  TrAuroj,  broad,  and  'ocpdaX^ds^ 
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eye.  According  to  Dioscoridep.  it  was  prepared  for  this  purpose  by  enclosing  it  in  a  lump  of 
dough,  and  then  burning  it  in  the  coals  till  reduced  to  a  cinder.  It  was  then  extinguished  with 
milk  and  wine,  and  again  placed  upon  coals  and  blown  till  ignition :  after  which  the  heat  was 
discontinued,  lest,  as  PHny  says,  "plumbum  fiat,"  ii  become  lead.  It  hence  appears  that  the  metal 
antimony  was  occasionally  seen  by  the  ancients,  though  not  distinguished  from  lead. 
On  cryst.  see  Krenner,  Ber.  Ak.  Wien,  li.  1864,  436. 

Alt. — Changes  on  exposure  by  partial  oxydation  to  antimony  blende  (2  Sb'^  S^  +  Sb^  0^),  and  by 
further  oxydation  to  valentinite  (S"^  0^).  Antimony  ochre  (Sb^  0^  +  Sb^  0^),  and  also  Sb^  0^+5H, 
are  other  results  of  alteration. 

30.  BISMUTHINITE.  Yisimutum  Sulphure  mineralisatum  (fr.  Riddarhyttan)  Cronst.,  193, 
1758.  Wismuthglanz  Germ.;  Bismuth  sulfure  Fr.  Sulphuret  of  Bismuth.  Bismuth  Glance. 
Bismuthine  Beud.,  Tr.,  il  418,  1832.    Blsmutholamprite  Glock.,  Syn.,  27,  1847. 

Orthorhombic.    I A  I— 91°  30'.    Observed  planes  /,  ^'-5,  Brooke. 

Cleavage :  bracliydiagonal  perfect ;  maerodiagonal  less  so  ;  basal  perfect. 
In  aciciilar  crystals.    Also  massive,  with  a  foliated  or  fibrous  structure. 

H.  =  2.  G.=r6-4-6-459  ;  7-2:  7*16,  Bolivia,  Forbes.  Lustre  raetallic. 
Streak  and  color  lead-gray,  inclining  to  tin-wliite,  with  a  yellowish  or  iri- 
descent tarnish.  Opaque. 

Comp. — Bi'^  S^=:Sulphur  18-75,  bismuth  81-25  =  100 :  isomorphons  with  stibnite.  Analyses :  1, 
H.  Rose  (Gilb.  Ann.,  Ixxii.  192);  2,  Wehrle  (Baumg.  Ztg.,  x.  385);  3,  Scheerer  (Pogg.,  Ixv.  299); 
4,  Hubert  (Haid.  Ber.,  iii.  401);  5,  Rammelsberg  (5th  Suppl,  261);  6,  P.  A.  Genth  (Am.  J.  ScL, 
IL  xxiii.  415);  7,  D.  Forbes  (Phil.  Mag.,  IV.  xxix.  4): 

S  Bi 

I.  Eiddarhyttau     18-72    80-98=09-70  Rose. 

2.  Retzbanya         18-28    80-96  =  99-24  Wehrle. 

8.  GjeUebak  19-12    79-77,  Fe  015,  Cu  0-14=99-18.  Scheerer;  G.  6-403. 

4.  Oravicza  19-46    74-55,  Fe  0-40,  Cu  3-13,  Au  0*53,  Pb  2-26=100*33  Hubert. 

5.  CornwaU  18-42    78'00,  Fe  1-04,  Cu  2-42  =  99-88  Rammelsberg. 

6.  Riddarhyttan     18-19    77-33,  Fe  0-31,  Cu  0-39,  Te  0-30,  Se  tr.,  Actinolite  2-93=99-45  Genth. 

7.  Bolivia  19-61    80-93  =  100-54  Forbes. 

Pyr.,  etc. — In  the  open  tube  sulphurous  fumes,  and  a  white  sublimate  which  B.B.  fuses  into 
drops,  brown  while  hot  and  opaque  yellow  on  cooHng.  On  charcoal  at  first  gives  sulphurous 
€umes,  then  fuses  with  spirting,  and  coats  the  coal  with  yellow  oxyd  of  bismuth.  Fus.  =  l.  Dis- 
fiolves  readily  in  hot  nitric  acid,  and  a  white  precipitate  falls  on  diluting  with  water. 

Obs. — Accompanies  molybdenite  and  apatite  in  quartz,  at  Brandy  Gill,  Carrock  Fells,  in  Cum- 
berland, having  a  foliated  structure ;  occurs  near  Redruth ;  at  Botallack  near  Land's  End ;  at 
Herland  Mine,  Gwenuap;  with  childrenite,  near  Callington;  at  Lanescott  mine,  near  St,  Austell; 
at  Johanngeorgenstadt,  Altenberg,  Schneeberg,  in  limestone ;  -v^dth  cerium  ore  at  Riddarhyttan, 
Sweden ;  at  the  San  Baldomero  mine,  near  Sorata,  Bolivia,  foliated,  massive,  and  acicular. 

Occurs  with  gold,  pyrite,-  and  chalcopyrite  in  Rowan  Co.,  N.  C,  at  the  Earnhardt  vein.  Re- 
ported by  Shepard  to  have  been  found  with  chrysoberyl  at  Haddam,  Ct. 

G.  Rose  obtained  from  artificial  crystals,  I A  1=90°  40',  i-2  Ai-2  =  53°  40'  and  126°  20',  IM-i= 
135°  20',  t-4A?-4=28'  23',  w  AM=152°  14'.  G.  =  7-l 0— 6'89,  the  variation  depending  on  some 
bismuth  present.    Pogg.,  xci.  402. 


•31.  TETRADYMITE.  Ore  of  Tellurium  (fr.  Tellemark)  EsmarJc,  Trans.  G.  Soc,  iii.  413,  June 
1,1815.  Tellurwismuth  (fr.  Riddarhyttan)  5er2.,  Ac.  H.  Stockh.,  1823.  Telluric  Bismuth.  Te- 
•tradymite  (fr.  Schubkau)  Haid.,  Baumg.  ZS.,  ix.  129,  1831.  Bismuth  tellure,  TeUuro  seleni6 
bismuthifere  Fr.  Bornine  Beud.,  Tr.,  ii.  538,  1832.  Bismuthotellurites  pt.  GlocJcer,  Syn.  19, 
1847.    TeUurbismuth  Batch,  Am.  X  Sci.,  II.  xxxv.  99,  1863. 

Hexao:onal.  6)A^=118°  38',  jRaB  =  SV  2' ;  a  =  1-5865.  -2A-2= 
66°  40',"6^A— 2=105°  16',  Haid,  from  Schubkau  crystals.  Crystals  often 
tabular.   Cleavage  :  basal,  very  perfect.   Also  massive,  foliated,  or  granular, 

H.=1'5— 2.  5.  =  7"2— 7'9,  Lustre  metallic,  splendent.  Color  pale  steel- 
gray.    Not  very  sectile.    Laminae  flexible.    Soils  paper. 
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Comp.,  Var. — Consists  of  bismuth  and  tellurium,  with  sometimes  sulphur  and  selenium.  If 
sulplmr,  when  present,  replaces  part  of  the  tellurium,  the  analyses  for  the  most  part  afifbrd  the 
general  formula  Bi'^  (Te,  S)l 

Yar.  l.—Free  from  sulphur.  Bi^  Te^=Tellurium  48-1,  bismuth  51-9  ;  analyses  1—7.  G=7-868, 
from  Dahlonega,  Jackson:  7-642,  id.,  Balch. 

2.  Sulphurous.  Bi"  (  j  Te  +  ^S)^;  analyses  8—11.  G.  =  7-500,  crystals  from  Schubkau,  Wehrle  ; 
7"514,  id.,  Baumgartner  :  7'237.  fr.  Davidson  Co..  Genth.  The  name  Bornine,  after  von  Born,  was 
given  by  Beudant  in  1832.  and  Wehrle's  analysis  of  the  Schubkau  ore  was  the  only  one  cited. 

3.  Seleniftrous.  The  Tellemark  ore,  according  to  Berzelius,  gives  B.B.  a  strong  odor  of 
selenium. 

Analvses:  1—3,  Genth  (Am.  J.  Sci.,  II.  xix.  16);  4,  5,  Genth  (ib.,  xxxi.  368);  6,  7.  D.  M,  Balch 
(ib.,  x^v.  99);  8,  Wehrle  (Schw.  J.,  lix.  482,  1830);  9,  Berzelius  (Jahresb.,  xii.  178,  1831);  10, 
Hruschauer  (J.  pr.  Ch.,  xlv.  456);  11,  C.  T.  Jackson  (This  Min,,  712,  1850);  12,  Genth  (Am.  J. 
Sci.,  II.  xvL  81): 


Te  S 

1.  Fluvanna  Co.,  Va  48*19   

2.  "  "  47-07   

3.  "  "  49-79   

4.  Dahlonega  48  2  2  tr. 

5.  "  47-25  tr, 

6.  "  48-26   

7.  "  48-73   

8.  Schubkau  34  6  4  8 

9.  "  36  05  4-32 

10.  "  35-8  4-6 

11.  Whitehall.  Va.     35-05  3-65 

12.  Davidson Co.,KC.  33  84  5-27 


Se  Bi 


53-07 
53-78 
51-56 
[50-83] 

50-  97 

51-  46 
51-57 

60-  0 

58-  30 

59-  2 
58-80 

61-  35 


Fe 


0-17 
0-25 


=  101-26  Genth. 
=  100-85  Genth. 
=  101-35  Genth. 

Cu  0-06.  Au,  quartz,  etc.,  0-72  =  100  Genth. 
"  0-06,     "       "      "  0-80=99-33  Genth. 
=  99-72  Balch. 
=  100-30  Balch. 
=  99-4  Wehrle. 
gangue  0-75=99-42  Berz. 
=  99-6  Hruschauer. 
Au,  Fi.  Si  2-70  =  100-20  Jackson. 
=  100-46  Genth. 


Fisher  obtained  in  an  analysis  of  the  Fluvanna  mineral,  6-81  p.  c.  of  selenium.  But  Dr.  Genth 
finds  in  it  no  selenium  or  sulphur.  C.  T.  Jackson  obtained  (Am.  J.  Sci.,  II.  xxvii.  366)  the  compo- 
sition of  joseite  for  the  Dahlonega  mineral ;  but  the  later  results  of  Genth  and  Balch  have 
shown  this  to  be  incorrect. 

Pyr. — In  the  open  tube  a  white  sublimate  of  tellurous  acid,  which  B.B.  fuses  to  colorless  drops. 
On  charcoal  fuses,  gives  white  fumes,  and  entirely  volatilizes ;  tinges  the  R.F.  bluish-green ; 
coats  the  coal  at  first  white  (tellurous  acid),  and  finaPy  orange-yellow  (oxyd  of  bismuth) ;  some 
varieties  give  sulphurous  and  selenous  odors ;  that  from  Fluvanna  Co.,  Va.,  gave  Fisher  a  red 
sublimate  of  selenium  in  the  open  tube. 

Obs.— Occurs  at  Schubkau  near  Schemnitz ;  at  Retzbanya ;  at  Tellemark  in  Norway ;  at  Bast- 
naes  mine,  near  Riddarhyttan,  Sweden. 

In  the  United  States,  in  Virginia,  at  the  "Whitehall  gold  mines,  Spotsylvania  Co.,  at  Monroe 
mine,  Stafford  Co.,  and  Tellurium  mine,  Fluvanna  Co.,  with  native  gold;  in  North  Carolina,  David- 
son Co.,  about  5  m.  W.  of  Washington  mine,  in  foliated  scales  and  lamellar  masses  along  with 
gold,  chalcopyrite,  magnetite,  epidote,  limonite,  etc. ;  it  was  partly  altered  to  a  combination  of 
tellurous  acid  and  oxyd  of  bismuth,  with  but  little  of  carbonate  of  bismuth  (Genth,  L  c.) ;  in 
Georgia,  Lumpkin  Co.,  4  m.  E.  of  Dahlonega,  and  also  in  Cherokee  and  Polk  counties. 

32.  JOSEITE.    Tellurure  de  Bismuth  Damour,  Ann.  Ch.  Phys.,  III.  xiii.  372,  1845.  Bornine, 
Tellure  bismuthifere  du  Bresil,  Duf.  [not  Bornine  Beud.'\    Joseit  Kenng.,  Min.,  121,  1853. 

Hexagonal,  with  perfect  basal  cleavage,  like  tetradymite.  Soft.  G.=: 
7*924 — T'936.  Lustre  siibmetallic.  Color  grajisli-black,  steel-gray.  Fragile. 

Comp.— From  Damour's  analyses,  Bi^  Te-  (S,  Se)^=Bi^  (l  Te  +  KS,  Se))^  or  a  teUurid  of  bis- 
muth, in  which  half  of  the  tellurium  is  replaced  by  sulphur  and  selenium.  Analyses  by  Damour 
(Lc): 

Te       S      Se  Bi 

1.  San  Jose',  BrazU        15  93    3-15    1-48    79-15  =99'7l 

2.  "  "  15-68        4-58         78-40    =98  66 

Rammelsberg  obtained  from  an  allied  mineral,  from  Cumberland,  England  (Min.  Ch.,  5) :  Tel- 
lurium 6-73,  sulphur  6-43,  bismuth  84-33 =97-49:  corresponding  to  Bi^  Te,  S',  making  the  Te 
=  1:4. 
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An  ore  from  Sorata,  passing  for  native  bismuth,  and  mentioned  under  that  species,  gave  Forbes, 
as  there  cited,  5-09  p.  c.  of  telhirium,  with  As  0-38,  and  S  0-07 ;  while  Genth  found  in  another 
specimen  only  0*042  Te.  Forbes's  specimen  may  have  the  formula  Bi^  Te.  It  is  foliated  nearly 
like  tetradymite. 

Pyr. — B.B.  the  Brazil  ore  acts  nearly  hke  tetradymite.  Tn  an  open  tube  it  gives  off  some  sul- 
phur, then  white  fumes  of  oxyd  of  tellurium,  and  then  affords  a  decided  odor  of  selenium  ;  and  in 
the  upper  part  of  the  tube  a  white  coating  with  some  brick-red  over  it,  due  to  the  selenium ;  and 
a  yellowish  residue  below  due  to  the  oxyd  of  bismuth. 

Obs, — Found  in  granular  limestone  at  San  Jose,  near  Mariana,  province  of  Minas  Geraes,  Brazil, 
and  first  brought  to  France  by  Mr.  Claussen. 

33.  WEHRLITE.  Argent  molybdique  de  Born,  Cat.  de  Eaab.,  ii,  419,  1790.  Wasserblei- 
sUber,  Molybdan-silber,  Wern.,  Letztes  Min.  Syst.,  18,  48,  1817.  Molybdic  silver.  Wismuth 
glanz  Klapr.,  Beitr.,  i.  254,  1795.  Tellurwismuth  Berz.,  Ak.  H.  Stockh.,  1823.  Wismuthspiegel 
Weiss.  Spiegelglanz  [= Mirror-glance]  Breifh.  Tetradymite  pt.  many  authors.  Wehrlitf» 
Evx)t,  Min.,  i.  188,  1841.    Pilsenit  Kenng.,  Min.,  121,  1853. 

Hexagonal.    Like  tetradymite  in  perfect  basal  cleavage. 
H.nzi— 2.    G.=:844,  Wehrle.    Lustre  very  bright.    Color  light  steel- 
gray.    Thin  folia  a  little  elastic. 

Comp. — Bi  (Te,  S)'^,  with  Te :  S=3  :  1,  from  an  imperfect  analysis  by  "Wehrle  (Baumg.  Ztg.,  ix. 


Deutsch-Pilsen       Te  29*74       S  2-33       Bi  61-15       Ag  2-07  =95-29 
Pyr,,  etc. — Like  tetradymite. 

Obs. — From  Doutsch  PUsen,  in  Hungary.  First  reported  as  an  ore  of  silver  and  molybdenum. 
Distinguished  from  tetradymite  by  its  high  specific  gravity.  Breithaupt  obtained  G.  =  8  00  with  a 
specimen  not  wholly  free  from  the  gangue. 

34.  MOLYBDENITE.  Not  Molybdaena  [=product  fr.  partial  reduct.  and  oxyd  of  Galena] 
Dioscor.,  Flin.,  Agric.  Blyertz,  Molybdena  pt.  [rest  graphite]  Wall.^  181,  1747,  Linn.,  1748,  1768. 
Sulphur  ferro  et  stanno  saturatum  (fr.  Bastnaes,  etc.),  Wasserbley  pt.,  Molybdena  pt.,  Cronsi., 
139,  1758.  Molybdaena  (with  discov.  of  metal)  Hielm,  Ak.  H.  Stockh.,  1782,  1788-1793.  Was- 
serblei  Wern.  Molybdiinglauz  Germ.  Molybdena  Kino.,  Min.,  1796  (calls  the  metal  Molybden- 
ite).   Sulplmret  of  Molybdena.    Molybdenite  Brongn.,  ii.  92,  1807,  citing  Kirwan  as  authority. 

Monoclinic  ?  Hexagonal  ?  In  short  or  tabular  hexagonal  prisms. 
Twins:  consisting  of  three  combined  crystals,  sometimes  indicated  by 
strise  on  the  base  of  the  hexagonal  prisms,  at  right  angles  to  its  sides,  hav- 
ing occasionally  replaced  terminal  edges.  Cleavage  :  eminent,  ]Darallel  to 
base  of  hexagonal  prisms.  Commonly  foliated,  massive,  or  in  scales  ;  also 
fine  granular. 

Hr==l — 1'5,  being  easily  impressed  by  the  nail.  G.=r4-44 — 4-8.  Lustre 
metallic.  Color  pure  lead-gray.  Streak  similar  to  color,  slightly  inclined 
to  green.  Opaque.  Laminae  very  flexible,  not  elastic.  Sectile,  and  almost 
malleable.    Gray  trace  on  paper. 

Comp. — Mo  S^=Sulphur  41'0,  molybdenum  59  0=100.  Analyses:  1,  Brandes  (Schw.  J.,  xxLx. 
325);  2,  Seybert  (Am.  J.  Sci.,  iv.  1822,  320);  3,  4,  Svanberg  &  Struve  (J.  pr.  Ch.,  xliv.  257);  5, 
Wetherill  (Am.  J.  Sci.,  II.  xv.  443): 


144) : 


Mo 


S 


5.  Reading,  Pa. 


1.  Altenber? 

2.  Chester,  Pa, 

3.  Smoaland 

4.  Bohiislau 


G.= 4-444 


59-6 
59-42 
58-627 
57-154 
55-727  / 


40-4=100  Brandes. 

39-  68  =  99-10  Seybert. 

40-  573,  gangue  0-800  S  &  S. 
39-710,      "      3-136  S  &  S. 

38-198,  S'e  3-495,  Si  2-283,  H.  0-297  WetheriU 
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Pyr.,  etc, — In  the  open  tul3e  sulphurous  fumes.  B.B.  in  the  forceps  infusible,  imparts  g  yel- 
Iowish-p:reen  color  to  the  flame;  on  charcoal  the  pulverized  mineral  gives  in  O.F.  a  strong  odor 
of  sulphur,  and  coats  the  coal  with  crystals  of  moiybdic  acid,  which  appear  yellow  while  hot,  and 
white  on  cooling;  near  the  assay  the  coating  is  copper-red,  and  if  the  white  coating  be  touched 
with  an  intermittent  R.F..  it  assumes  a  beautiful  azure-blue  color.  Decomposed  b}^  nitric  acid, 
leaving  a  white  or  grayish  residue  (molybdie  acid). 

Obs. — Molybd.vnitc 'generally  occurs  imbedded  in,  or  disseminated  through,  granite,  gneiss, 
zircon-syenite,  gr.uuilar  limestone,  and  other  crystalline  rocks.  At  Numedal  in  Sweden,  Arendal, 
S.-dba,  and  Tellemarken  in  Norway,  Nertschinsk  in  Russia,  and  Auerbach  in  Saxony,  it  has  been 
observed  in  hexagonal  prisms.  Found  also  at  Altenberg  and  Ehrenfriedersdorf  in  Saxony ; 
Schlackenwald  and  Zinnwald  in  Bohemia ;  Rathausberg  in  Austria  ;  near  ^^liask,  Urals  ;  Bastnacs, 
etc ,  Sweden ;  in  Finland  ;  Laurvig  in  ISTorway ;  Chessy  in  France ;  Peru ;  Brazil ;  Calbeck  Fell, 
Carrock  Fells,  and  near  the  source  of  the  Caldew  in  Cumberland,  associated  wdth  tungstate 
of  hrae  and  apatite ;  several  of  the  Cornish  mines ;  in  Scotland  at  East  TuUoch,  south  of  Loch 
Tay;  at  Mount  Coryby  on  Loch  Crcran,  etc. 

In  Maine,  at  Blue  Hill  Bay  and  Camdage  farm,  in  largo  crystaUizations  ;  also  at  Brunswick, 
Bowdoinham,  and  Sauford,  but  less  interesting.  In  Conn.,  at  Iladdam.  and  the  adjoining  towns 
oa  the  Connecticut  river,  in  gneiss  in  crystals  and  large  plates  ;  also  at  Saybrook.  In  Vernvmt, 
at  Newport,  with  crystals  of  white  apatite.  In  N.  Hampsliire,  at  Westmoreland,  four  miles  south 
of  the  north  village  meeting-house,  in  a  vein  of  mica  slate,  abundant ;  at  Llandaff  in  regular  tabu-^ 
lar  crystals;  at  Franconia.  In  Mass.,  at  Shutesbury,  east  of  Locke's  pond;  at  Brimficld,  vAXli 
iohte.  In  N.  York,  two  miles  southsast  of  Warwick,  in  irregular  plates  associated  with  rutile, 
zircon,  and  pyrite.  In  Penn.,  in  Chester,  on  Chester  Creek,  near  Heading;  near  Concord,  Cabarrus 
Co.,  N.  C,  with  pyrite  in  quartz.  In  California,  at  Excelsior  gold  mine,  in  Excelsior  district.  In 
Canada,  at  Balsam  Lake,  lY'rrace  Cove,  Lake  Superior ;  north  of  Balsam  Lake,  on  a  small  island 
in  Big  Turtle  Lake,  with  scapolite,  pyroxene,  etc.,  in  a  vein  of  quartz  intersecting  crystalline 
limestone;  at  St.  Jerome,  C.  E. ;  at  Seabeach  Bay,  near  Black  River,  N.  W.  of  L,  Superior  (48^  46' 
N.,  87^  17'  W.). 

Distinguished  from  plumbago  by  its  lustre  and  streak,  and  also  by  its  behavior  before  the  blow- 
pipe and  with  acids. 


2.  simple  sulpiiids,  tellupids,  selenids,  arsexids, 
a^nItimoxids,  bismuthids,  phosphids,  of  metals  of 
the  gold,  ipox,  k^j)  tm  geoups. 

Three  divisions  of  these  Sidphids^  Arsenids^  etc,  are  here  recognized  : 
(1)  a  hasio  division,  in  which  the  atomic  ratio  between  the  sulpliur  or 
arsenic  metal  and  the  otliers  is  1  to  more  than  one ;  (2)  a  division, 
with  the  ratio  1:1;  (3)  a  deuto  division,  with  the  ratio  1  :  2.  In  these 
ratios,  and  in  stating  the  formulas  beyond,  the  halved  atomic  weights  of 
arsenic,  antimony,  and  bismuth  are  in  view,  as  stated  on  p.  26.  In  the 
third  division,  some  species  are  included  which  appear  to  be  combinations 
of  deuto  and  proto  compounds. 

The  mineral  chalcopyrite  is  sometimes  referred  to  the  double-binary  sulphids,  on  the  ground 
of  its  containing,  along  with  a  protosulphid,  the  sulphid  Fo^  ;  but  as  the  existence  of  a  sesqui- 
sulphid  Fe*^  S^  is  not  established,  while  Fe  S'^  is  the  one  of  common  occurrence,  the  more  probable 
view  of  the  sulphid  is  ihat  it  consists  of  two  sulphids  Fe  S  and  Fe  S"  in  combination.  This  view 
is  sustained  by  the  near  isomorphism  af  pyrite  and  chalcopyrite.  The  above  remark  applies  also 
to  hornite  and  pyrrhotite,  in  which  Fe^  has  been  supposed  to  be  present.  Fe^  S^,  it  should  be 
noted,  equals  Fe  S  +  Fe  S'.    Linnceite  and  carroliit  come  into  the  same  category. 

In  an  article  in  the  American  Journal  of  Science,  vol.  xliv.  1867,  the  author  g:ives  reasons  for' 
beheving  that  the  compounds  crystallizing  in  hexagonal  forms  have  the  number  of  atoms  of  the 
negative  element  8,  or  a  multiple  of  3,  and  in  tetragonal  forms,  a  multiple  of  4 ;  whence  it  follows, 
that  while  ordinary  isometric  blende,  or  sulphid  of  zinc,  for  example,  may  be  Zn  S,  th*-  hexagonal. 
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or  m:rtzite.  is  probably  Zn""  SI  The  principle,  if  real,  has  a  very  wide  application  among  chemical 
and  mineral  species. 


I.  BASIC  OR  DYSCRASTTE  DIVISION. 


35.  Dyscrasite 
(B) 

36.  Chilexite 


Ag^  Sb 
Ag"^  Sb 
Ao-"  Bi 


37.  domeykite 

38.  Algodoxite 

39.  Whitxetite 


IT.  PROTO  OR  GALENA  DIVISION. 

1.  GALENA  GROUP.— Isometric,  holohedral. 

40.  Argextite       Ag  S  48.  Altaite 

41.  Nau^iannite    (Ag,  Fh)  Se  49.  Borxite 

42.  Eucairite       (€u,  Ag)  Se  " 

43.  Crookesite      (€-u,  T1)  Se  50.  Berzeliaxite 

44.  Galexite        Pb  S  51.  Castillite 
44  A.  HuASCOLiTE      (Pb,  Zn)  S  52.  Alabandite 

45.  C-LAUSTHALITE   Pb  Se  53.  Syepoorite 

46.  Zorgite         ?(Pb,  eu)  Se  54.  Pextlaxdite 

47.  Lehrbachite    (Pb,  Hg)  Se  55.  GRiixAcnTE 

2.  BLENDE  GROUP.— Isometric,  tetrahedral. 

56.  Sphalerite        Zn  S  [PRzrBRAiniE] 
[MlARiiATiTE        (Zn,  Fe)  S  57.  Voltzite 

3.  CHALCOCITE  GROUP.— Orthorhombic. 


58.  Hessite 

59.  Daleminzite 

60.  ACAXTHITE 


Ag  Te 
AgS 

PYRRIIOTTTE  GROUP. 


-Hexagonal. 


64.  ClXXABAR 

65.  TiEMAXXITE 

66.  MiLLERITE 

67.  Troilite 

68.  Pyrrhotite 


HgS 
Hg  Se? 
Ni  S 
Pe  S 

FeS  +  ^FeS^ 

74.  Schreiberstte 


61.  Chalcoctte 

62.  SxROilEYERITE 

63.  Sterxbergite 

69.  Greenocktte 

70.  wurtzite 

71.  NiCCOLITE 

72.  Breithauptite 

73.  Kaxeite 
Fe,  Ni,  P 


HI.  DEUTO  OR  PYRITE  DIVISION. 


1.  PYRITE  GROUP.— Isometric. 


75.  Pyrite 

76.  Hauerite 
cubaxite 
Chalcopyrite 


Fe  S- 
Mn  S' 

[2(Fe,-eu)S  +  FeS'^  +  [2FeS^]  84. 
2  (eu,  Fe)  S  +  Fe  S"'  85. 
Barxhardtite  [■2(eu,Fe)S  +  FeS2]  +  [euS]  86. 
Stax-ntte         2  (eu,  Fe,  Zn)  S  +  Sn  S'  87. 
Lixx^iTE        2CoS  +  CoS^  88. 
82.  Carrollite      2(eu,  Co)S  +  Co  S"  +  [2Co  S^]  89. 

2.  MARCASITE  GROUP.— Orthorhombic. 
Marcasite         Fe  S^  94. 
Leucopyrite      Fe  As'^  95. 
RASniELSBERGITE  Ni  As'^  96. 
M03SITE  FeAs'^  +  FeAs  97. 

[98.  Sylvanite 


83.  SlIALTITE, 


Skutterddite 

cobaltite 

Gersdorffite 

Ullmaxxite 

Coryxhte 

Laurite 


Arsexopyrite 
Glaucodot 
Pagite 
Alloclasite 
(Ag,  Au)  Te^^ 


As'' 
€u«  As'' 
€u«  As'' 


Pb  Te 
(eu,  Fe)  S 
(€u,  Fe)  S  +  |Fe  S- 
Se 

(€u,  Zn,  R)  S  +  ^Fe  S» 
Mn  S 
Co  S 

(Ni,  Fe)  S 


(Zn,  Cd)  S 
Zn  S-f-i  Zn  0 


euS 

(eu,  Ag)  s 

(Pe,  Ag)  S  +  iFe 

CdS 
Zn  S 
Ni  A^ 
Ni  Sb 
Mn  As 


(Co,  Fe,  Ni)  As' 

R  As  +  R  As^ 

Co  As^ 

Co  (S,  As)^ 

Ni  (S,  AsV 

Ni  (S,  Sb,  As)'^ 

Ni  (S,  As,  Sb)' 

Ru  S-  [  +  -2VRu^  03] 

Fe  (S,  Af^f 
(Co,  Fe)  (S,  As)" 
Fe  aS+  tAsf 
Co  (S,  Asl^'  +  n  Bi  As 
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3.  XAGYAaiTE  GROUP.— Tetragonal 
99.  Nagy^gite 

4.  COYELLITE  GROUP. -Hexagonal. 

1  00.  COTELLITE  Cu  S,  01'  "Gu 


I.  BASIC  OE  DYSCEASITE  DIYISIO^T. 

35.  DYSCRASITE.  Argentum  natirum  antimonio  adunatum  Bergm.,  Sciagr..  159,  1782. 
Spiesglanz-Silber  Sell),  Lempe  Mag.,  iii.  5,  1786.  Silberspiessglanz,  Spiesglas-Silber,  Antimon- 
Silber,  Germ.  Antimonial  Silver.  Argent  Antimonial  Fr.  Discrase  Beud.,  ii.  613,  1832.  Dis- 
crasit  Frdhel,  ?  Prodr.  Stochiolith,  1837. 

Ortliorliombic.    I A  7=119°  59':   OA  l-l  130°  41':  a  :  h  :  c=l-1633  : 


OA  i=U6° 
OA    1  =  126 
0  A  1-3  =  U2 


40 
12 


0  Al-i  = 

0  A2-1  = 

1  A  1,  mac. 


146° 

126 

132 


6' 
42 


1  A  l,brach.,  =  92^ 

i-2  A  9S  131 

i-^  A  i-2,  — 120  1 


Cleavage :  basal  distinct :  l-i  also  distinct ;  I 
imperfect.  Twins  :  stellate  forms  and  hexagonal 
prisms.  Also  massive,  granular ;  particles  of 
various  sizes,  weakly  coherent. 

H.  =  3-5— 4.  G.=9-44—9-S2;  9-4406,  Haiiy. 
Lustre  metallic.  Color  and  streak  silver-white, 
inclining  to  tin-white  ;  sometimes  tarnished  yel- 
low or  blackish.    Opaque.    Fracture  uneven. 


0 

l-l 

1 

1-3 

l-l 

2-1 

i-i 

I 

i-2 

i-2> 

i-o 

Observed  planes. 


Oomp.—( A)  Ag^  Sb= Antimony  22,  silver  78=100.  Also 
(B)  Ag=^  Sb=:  Antimony  15-66,  silver  84-34.  Also  Ag'  Sb2=Silver 
72-92,  antimony  27-08.  Analyses:  1,  2,  7,  Klaproth  (Beitr.,  ii.  298,  iii.  173);  3,  Yauquolin 
(Haiiy's  Min.,  iii.  392);  4,  Abich  (Crell's  Ann.,  1798,  ii.  3);  5,  Plattner  (Ramm.  Min.  Ch.,  30); 
6,  8,  "9,  Rammelsberg  (ZS.  G.,  xvi.  620): 


1.  Wolfach,  coarse  granular  Antimony 

2.  AndieasbQvg,  foliated  granular,  G.  =  9-82 

3.  " 
4. 
5. 
6. 
7. 


Wolfach,  fine  iranular 
G.  =  10-027. 


9. 


24]  ■     Silver  78  Klaproth. 

23]  77  Klaproth. 

22]  78  YauqueKn. 

[2~4-75]  75-25  Abich. 

15-0  84-7  =99-7  Plattner. 

[27  08]  72-72  Ramm. 

[IH]  84  Klaproth. 

15-81  83-85,  As  tr=99-6Q  Ramm. 

[17-81]  82-19  Ramm. 


Pyr.,  etc. — B.B.  on  charcoal  fuses  to  a  globule,  coating  the  coal  with  white  oxyd  of  antim^ony, 
and  finally  giving  a  globule  of  almost  pure  silver.  Soluble  in  nitric  acid,  leaving  oxyd  of 
antimony. 

Obs. — Occurs  in  veins  near  Wolfach  in  Baden.  Y'ittichen  in  Suabia,  and  at  Andreasberg  in  the 
Harz,  associated  with  several  ores  of  silver,  uative  arsenic,  and  galena,  and  other  species ;  also  at 
Allemout  in  Dauphine,  CasaUa  in  Spain,  and  in  Bolivia,  S.  A. 

If  less  rare,  this  would  be  a  valuable  ore  of  silver.    Xamed  from  Jyo-voao-i?,  a  had  alloy. 

Arsenic  Silver  (ArseniksOber),  from  Andreasberg,  analyzed  by  Klaproth  (Beitr.,  i.  183),  and 
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Duraenil  (Schweig.  J.,  xxxiv.  357),  has  been  shown  by  Rammelsberg  to  be  probably  a  mixture  of 
arsenopyrite,  arsenical  iron,  and  dyscrasite  (Pogg.,  Ixxvii.  262,  and  Min.  Ch.,  28). 

35C.  Domeyko  fonud  a  mass  of  ore  from  Chanarcillo,  Chili,  which  was  mainly  impure  chloro- 
bromid  of  silver  externally,  to  contain  within  (Tr.  do  Ensayes,  238,  1858)  55*9  p.  c.  of  chlorid  of 
silver,  15-1  of  an  antimonid  of  silver,  with  14-5  of  carbonates  and  14*2  oclireous  clay;  and  this 
aiitimouid,  he  says,  consists  of  Sb  3G,  Ag  64,  and  "appears  to  constitute  a  distinct  species."  The 
fornuila  would  be  Ag  Sb.    This  species  is  not  mentioned  in  his  Mineralogy  of  1860. 

Domeyko  states  (Min.  190,  I860)  that  at  Chanarcillo  a  finely  granular  grayish- white  silver  ore, 
disseminated  in  grains,  taking  the  lustre  of  silver  when  rubbed,  afforded  him  4  to  6  p.  c.  of  anti- 
mony; that  of  the  Descubridora  mine  4*1  Ag;  that  of  the  Rosario  mine  5*8  p.  c.  He  also  states 
that  the  filamentous  silver  of  Bolivia  contains  Sb  3 '7,  As  2*3  p.  c. 

35D.  CiiAXARCiLLiTE  Dana.— lie  describes  further  (ib.)  a  silver-white,  shining  arsenio-anti- 
monial  ore  from  ChaiiarciUo,  disseminated  through  calcite,  which  afforded  him  Sb  19  6-2r-l,  As 
23*?— 22-3,  Ag  5:-.-6 — 53-3,  Fe  3*0 — 3-0.  Regarding  the  iron  as  arsenical  iron,  he  deduces  the 
formula  Ag-  (As,  Sb)^ 

Ranunels])erg  points  out  the  isomorphism  of  dyscr^ite  and  the  antimonid  of  zinc,  TiV?  Sb, 
described  by  Cooke  (Am.  J.  ^ci.,  11.  xviii.  229,  xx.  '222\ 


36.  CHIL3NITE.    Aleacion  de  plata  con  bismuto  DomeyTio,  Min.,  18T,  1845.    Plata  Blsmutal 
id.,  ib.  185,  1860.    Chilenite  Dana. 

Amorplioiis  ;  granular. 

Soft.    Silver-wliite,  but  taruisliing  easily  to  jellowisli. 

Comp.— Ag^  Bi=: Bismuth  13-8,  silver  86'2.  Domeyko  obtained  (Min.,  185,  1860)  Bi  10  1,  Ag 
GO-1,  Cu  e-8,  As  2-8.  gangue  19  0,  corresponding  to  Bi  14  4,  silver  85-6.  Also  (Ann.  d.  M.,  IV.  v. 
456)  Bi  15:3,  Ag  84'7.  For  the  last  the  material  was  separated  from  a  mass  containing  8  to  10 
p.  c.  of  it  disseminated  in  small  points. 

Obs — From  the  mine  of  San  Antonio  in  Copiapo. 

36A.  Bismuth  Silver  of  Schapbach,  Scitapbachite.  (Bismuthisches  Silber  Sell),  CreU's 
Ann.,  179:;,  i.  10,  Schapbachite  Keying.,  Min.,  118,  1853).  According  to  F.  Sandberger,  this  bis- 
muth-silver, analyzed  by  Klaproth,  is  a  mixture  of  bismuthine  in  needles,  argentite,  and  galena 
(Jahresb.,  1863,  797,  1864).  lOaproth  obtained  ^Beitr.,  ii.  291)  Bi  27,  Ag  15,  Pb33,  Fe4-3.  Cu  0-9, 
S  16'3.  Sandberger  gives  an  analysis  by  von  Muth,  who  obtained  Bi  8*22,  Ag  4'05,  Pb  45'30, 
Fe  0-07,  S  9-72,  quartz  32-33  =  99-69;  which,  after  separating  the  iron  as  Fe  S",  affords  for  the  rest 
1  Bi  S^,  12  R  S.  D.  Forbes  remarks  with  regard  to  Klaproth's  analysis  (Phil.  Mag.,  lY.  xxv.  105) 
that  the  sulphur  is  sufficient  to  make  sulphids  of  the  metals,  and  suggests  the  same  conclusion. 


37.  DOMEYKITE.  Arsenikkupfer  (fr.  Copiapo)  ZinJcen,  Pogg.,  xli.  659,  1837.  Arseniure  de 
cuivre  Domeyko,  Ann.  d.  M.,  lY.  iii.  3,  1843;  Cobre  Blanco  id.,  Min.  138,  1845.  Weisskupfer 
Hausm.  Cuivre  arsenical  Fr.  Arsenical  Copper.  Domeykite  Eaid.,  Handb.,  562,  1845. 
Condurrite  W.  Phillips,  PhiL  Mag.,  ii.  286,  1827. 

Reniform  and  botrjoidal ;  also  massive  and  disseminated. 

11.  =  3 — 3*5.  G.  =  7 — 7'50,  Portage  Lake,  Genth.  Lustre  metallic,  but 
dull  on  exposure.  Color  tin-white  to  steel-gray,  witli  a  yellowish  to  pinch- 
beck-brown, and,  afterward,  an  iridescent  tarnish.    Fracture  uneven. 

Oomp, — €?u^  As-= Arsenic  28*3,  copper  71-7  =  100.  Analyses:  1,  2,  Domeyko  (Ann.  d.  M.,  lY. 
iii.  5) ;  3,  4,  F.  Field  (J.  Ch.  Soc,  x.  289) ;  5,  D.  Forbes  (2  J.  G.  Soc,  xvii.  44) ;  6,  7,  F.  A.  Genth 
(Am.  J.  feci.,  II.  xxxiiL  193);  8,  9,  Rammelsberg  (Pogg.,  b:xL  305; ;  10,  Blythe  (J.  Ch.  Soc,  L 
213): 


1. 

Calabozo,  Cliili 
Copiapo  " 

As  28-36  Cu  71-64: 

=  100  Domeyko. 

2. 

23-29 

70-70, 

Fe  0-52,  S  3-87  =  98-38  Domeyko. 
=  100  Field. 

3. 

28-44 

7l-56z 

4. 

Coquimbo,  " 

28-26 

71-48  = 

=  99-74  Field. 

5. 

Coracoro,  Bolivia 

2841 

71-13, 

Ag  0-46  =  100  Forbes. 

6. 

Portage  Lako 

29-25 

70-68  = 

=  96-93  Genth. 

7. 

29-48 

70-01  = 

=  99-59  Genth. 

8. 

Cornwall,  Condurrite 

((  K 

18-70 

70  51, 

Fe  0  66  Rammelsberg. 

9. 

17-84 

70-02, 

gangue  1-07  Rammelsberg. 

10. 

((  b 

19-5L 

60  21, 

Fe  0-25,  S  2-33,  H  2-41,  C  162,  H  0-44,  0-06, 

0  13-17  =  100  Blythe, 
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(A)  Condurrite  is  a  result  of  the  alteration  of  other  ores.  It  is  black  and  soft,  soiling  the 
fingers.  It  appears,  sometimes,  at  least,  to  be  a  mixture  of  arsenite  of  copper  with  domeykite, 
and  some  sulphid  of  copper.  Rammelsberg  treated  one  specimen  with  muriatic  acid,  and  analyzed 
the  soluble  and  insoluble  portions  separately,  obtaining 

1.  Insoluble       As  13-89    Cu  12-81  S  2-20    gangue  0-T0  =  29-G0 

2.  Soluble         As   3-70    Cu  62-29  H  5-83  =  71  82. 

The  insoluble  portion  contains,  therefore,  As  4-16,  Cu  13-89,  with  10-85  of  sulphid  of  copper- 
corresponding,  the  last  excluded,  to  arsenic  23'04,  copper  76-96  =  100. 

Von  KobeU  (  J.  pr.  Ch.,  xxxix,  20-i).  with  the  same  treatment  of  another  specimen,  found  the 
composition  of  the  soluble  part,  As  8-03,  Cu  79*00,  Fe  3-47,  H  9-50  =  100,  and  the  insoluble  con- 
sisted of  arsenic  and  some  sidphid  of  copper  in  grains. 

Blythe  concludes,  as  a  mean  of  many  analyses,  that  the  arsenid  of  copper  contained  in  condur- 
rite consists  of  arsenic  28-85,  copper  71-15,  which  corresponds  with  the  domeykite  ;  and  Faraday's 
analysis  (Pliil  Mag.,  1827,  286)  leads  to  the  same  result,  or  arsenic  29-88,  copper  70'11 ;  but 
Ranimelsberg's  analysis  gives  a  larger  proportion  of  copper. 

Pyr.,  etc, — In  the  open  tube  fuses  and  gives  a  white  crystalline  sublimate  of  arsenous  acid. 
B.B.  on  charcoal  arsenical  fumes  and  a  malleable  metaUic  globule,  which,  on  treatment  with  soda, 
gives  a  globule  of  pure  copper.    Xot  dissolved  in  muriatic  acid,  but  soluble  in  nitric  acid. 

Obs, — From  the  Chihau  mines  of  Algodones  in  Coquunbo,  in  Illapel,  San  Antonio  in  Copiapo, 
etc. 

In  X.  America,  found  on  the  Sheldon  location,  Portage  Lake ;  and  mixed  with  copper-nickel  at 
Michipicoten  Island,  in  L.  Superior. 

Condurrite  is  from  the  Condurrow  mine,  near  Helstone,  and  Wheal  Druid  mine  at  Carubrae,  near 
Redruth,  CornwaU. 

38.  ALGODONITE.    F.  Field,  J.  Ch.  Soc,  x.  289,  1857. 

In  incrustations  minutely  crystalline.'  Commonly  massive  and  distinctly 
granular. 

H.=-i.  G.  =  T-62,  from  Chili,  Gentli.  Lustre  metallic  and  brii;-lit,  but 
becoming  dull  on  exposure.  Color  steel-gray  to  silver-white,  the  latter  on 
a  polished  surface.  Opaque.  Fracture  sub-conchoidal,  affording  a  granular 
surface. 

Comp,— Cu'  As-=eu'As  =  As  16-50,  Cu  83-50  =  100.  Analyses:  1,  F.  Field  G-c);  2—4, 
Genth  (Am.  J.  Sci.  II.  xxxiil  192;  : 


As 

Cu 

H 

1. 

Chili 

(f)  16-23 

83-30 

0-31    =99-84  Field. 

2. 

(1)  16-95 

82-42 

tr.      =99-0 7  Genth. 

3. 

L.  Superior 

15-30 

84-22 

0-32    =99-84  Gentli. 

4. 

16-72 

82-35 

0-30  Genth. 

In  analysis  3,  a  little  whitneyite  was  mixed  with  the  ore,  and  hence  the  higher  percentage  of 
copper  (Genth). 

Pyr,— The  sam.e  as  with  domeykite,  but  less  fusible. 

Obs. — In  Chili,  at  the  silver  mine  of  Algodones,  near  Coquimbo,  in  the  Cerro  de  los  Seguns, 
Department  of  Rancagua  ;  in  the  United  States,  in  the  Lake  Superior  region.  A  transported  mass 
of  mixed  whitneyite  and  algodonite,  weighing  95 —100  lbs.,  was  found  on  St.  Louis  R.  Tiie  color 
is  grayer,  and  the  texture  more  gTanular  and  less  malleable,  than  in  whilnej-ite. 

39.  WHITNEYITE,    GenfJ},  Am.  J.  Sci.,  IL  xxvii.  400,  1859,  xxxiii.  191,  1862.  Darwinite 
D.  Forhes,  Phil.  Mag.,  IV.  xx.  423,  1860. 

Massive.    Crystalline  ;  very  fine  granular. 

H.  =  3*5.  C  =  S'2tl:6 — 8*471,  from  Lake  Superior,  varying  probal)ly  on 
account  of  porosity,  Gentli ;  S'G-t  from  Chili,  Forbes.  Lustre  dull  and  sub- 
metallic  on  surface  of  fresh  fracture,  but  strong  metallic  where  scratched  or 
ruljbed,  but  soon  tarnislihig.  Color  pale  reddish  to  grayish- white,  pale  red- 
dish-white on  a  rubbed  surface ;  becoming  yellowish-broiize,  brown,  and 
brownish-black  on  exposure.    Sometimes  iridescent.  Opaque.  Malleable. 
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Comp.— eii'  As^= Arsenic  11-64,  copper  88-36=100.  Analyses:  1—4,  F.  A.  Genth  (L  c);  5, 
id.  (priv.  contrib.) ;  6,  D.  Forbes  ^1.  c.)  : 

As  Cu    Ag  &  insol. 


1.  Michigan  (1)  11-61  88-13  0-40  =100-14  Genth. 

2.  "                   12-28  87-48  0-(i4  =  99-80  aeuth. 

3.  "                   12-28  87-37  (i-03  =  99-68  Gentli. 

4.  "                   10-92  (?)  87-64  0-19  =  98-75  Genth. 

5.  Sonora                11-46  88-54  tr.  =100  Genth. 

6.  Chili  (t)  11-58  88  14  0-28  =100  Forbes. 


Pyr. — Less  fusible  than  algodonite ;  otherwise  as  in  domeykite. 

Obs. — In  Houghton  Co.,  Michigan,  coated  -v^'ith  red  copper.  A  loose  mass,  weighing  about  15 
lbs.,  and  consisting  partly  of  algodonite,  was  found  on  the  Pewabic  location,  1  m.  from  Hancock 
village,  Portage  Lake ;  recently  found  in  place  on  the  Sheldon  location,  near  Houghton,  Mich. ; 
stated  to  occur  at  the  Albion  location,  about  a  mile  from  the  ChfF  mine,  in  a  vein  4  inches  wide  ; 
also  at  the  Minnesota  mine  ;  also  in  Sonora  (Genth),  near  La  Lagoona,  a  ranch  on  the  road  to 
Libertad,  Guh"  of  Cahfornia,  35  m.  fr.  Saric. 

Named  after  J.  D.  Whitney. 


II.  GALEi^A  DIYISIOlSr. 

[For  hst  of  species  see  page  34.] 

40.  ARGENTITE,  Argentum  rude  plumbei  coloris  et  Galenas  simile,  cultro  diffiuditur,  dentibua 
compressum  dilatatur,  Agric,  438,  1529;  Germ.  Glaserz,  Agric,  Interpr.,  463,  1546;  Eenckel, 
Min.,  1734  (proving  it  a  sulphur  compound).  Shfverglas,  Minora  argenti  vitrea,  Argentum  sul- 
phure  mineralisatum.  Wall.,  308,  1746;  Sage,  Ann.  Ch.,  ii.  250,  1776  (with  earliest  anal.) 
Glauzerz,  Silberglas,  Silberglanz,  Schwefel-Silber,  "Weichgewachs,  Germ.  Vitreous  Silver,  Sul- 
phuret  of  Silver,  Silver  Glance.  Argent  sulfure  Fr.  Argyrose  Beud.,  Tr.,  ii.  392,  1832.  Ar- 
gentit  Haid.,  Handb.,  565,  1845.    Argyrit  Glock.,  Syn.,  23,  1847. 

Isometric.  Observed  planes  0,  I,  1,  2,  2-2.  Figs.  1  to  11,  23.  Cleav- 
age :  dodecaliedral  in  traces.  Also  reticulated,  arborescent,  and  filiform  ; 
also  amorphous. 

H.=2— 2-5.  a.=:7'196— 7-365.  Lustre  metallic.  Streak  and  color 
blackish  lead-gray  ;  streak  shining.  Opaque.  Fracture  small  sub-conchoi- 
dal,  uneven.    Perfectly  sectile. 

Comp.— Ag  S=Sulphur  12-9,  silver  8t-l  =  100,  Analyses:  1,  2,  Klaproth  (Beitr.,  L  158);  3, 
Lindaker  (Yogi's  Min.  Joach.,  78): 

S  Ag 

1.  Joachimsthal  [15]         85   =100  Klaproth. 

2.  Himmelsfurst         [14-7]       85-3  =  100  Klaproth. 

3.  Joachimsthal  14-46       17-58  Pb  3-68,  Cu  1-53,  Fe  2-02  =99-27  Lind. 

Pyr.,  etc. — In  the  open  tube  gives  off  sulphurous  acid.  B.B.  on  charcoal  fuses  with  intu- 
mescence in  O.F.,  emitting  sulphurous  fumes,  and  yielding  a  globule  of  silver. 

Obs, — This  important  ore  of  silver  is  found  at  Freiberg,  Annaberg,  Joachimsthal  of  the  Erzge- 
birge  ;  at  Schemnitz  and  Kremnitz  in  Hungary ;  in  Xorway  near  Kongsberg ;  in  the  Altai  at  the 
Smeinogorsk  mine  ;  in  the  Urals  at  the  Blagodat  mine  ;  in  CornwaU ;  in  Bolivia ;  Peru ;  Chili ; 
Mexico  at  Guanajuato,  Zacatecas,  Catorce,  San  Pedro  del  Potosi,  etc. 

Occurs  in  Xevada,  at  the  Comstock  lode,  at  different  mines,  along  with  stephanite,  native  gold, 
etc. ;  in  the  vein  at  Gold  HiU ;  common  in  the  ores  of  Reese  River ;  probably  the  chief  ore  cf 
silver  in  the  Cortez  district ;  in  the  Kearsarge  district,  Silver-Sprout  vein. 
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A  mass  of  sulphid  of  silver  is  stated  by  Troost  to  have  been  found  in  Sparta,  Tennessee  ;  oecura 
with  native  silver  and  copper  in  northern  Michigan.  [A  silver  ore  not  yet  analyzed,  occurs, 
according  to  Jackson,  with  gray  antimony,  at  Cornish.  X.  H.] 

Alt.— Native  silver,  at  Joachim sthaL  Also  a  mixture  called  silver-black  (SQberscliwarze 
Germ.). 

4' A.  Argentoptrite  (Silberkies).  This  mineral  from  Joachimsthal,  made  a  species  by  v.  Wal- 
lershauscu  (Ges  "Wiss.  Gottingeu,  1866.  No.  2),  is  shown  by  T^chermak  (Bcr,  Ak.  TVien,  liv. 
3  i2)  to  be  a  pseudomorph  consisting  of  the  minerals  argentite.  marcasite.  pyrrhotite.  pyrargyrite. 
It  occurs  in  small  hexagoual  crystals,  which  were  probably  pyrrhotite  originally.  Yon  Walters- 
hausen  obtained  ia  his  analysis,  .^^ulphur  34*2,  iron  39*3.  silver  26"5. 

4"B.  Jalhaite  Breithauptl  B.  H.  Ztg..  xv.  85,  1858). — Jalpaite  is  a  cupriferous  silver-glance  from 
Jalpa,  Mexico.  It  is  isometric  in  cleavage,  and  malleable  like  ordinary  argentite ;  color  blackish 
lead-grav;  G.  =  6-S7T — 6-S9  t.  Composition  according  to  R.  Richter  (1.  c.)  S  14*36,  Ag  71*51,  Cu 
13-12,  Fe  0-79,  affording  the  formula  3  Ag  S  +      S  or     Ag  +  i  eu)  S. 

41.  NAUMANNITE.    Selensilber  G.  Rose,  Pogg.,  xiv.  471,  1828.    Selensilberglanz.  Seleni- 

ure  d'argent  Fr.    Seleniuret  of  Silver.    Xaumannit  Raid.,  Handb.,  565,  1845. 

Isometric.  In  cubes.  Cleavage :  cubic,  perfect.  Also  massive,  granu- 
lar, and  in  thin  plates. 

H.  =  :^'5.  G.=8'0.  Lustre  metallic,  splendent.  Color  and  streak  iron- 
black. 

Comp.— (Ag,  Pb)  Se.   Pure,  Ag  Se=Selenium  26*8,  sUver  73*2 
Rammelsberg  (2d.  SuppL,  127,  and  Min.  Ch.,  34): 

1.  Tilkerode  Selenium  [29-53]  Silver  65-56 

2.  26-52  "  11-67 

In  Xo.  1,  Ag  :  Pb=13  ;  1,  in  2.  1  :  5. 

Pyr.,  etc. — B.  H.  on  charcoal  it  melt  5  easily  in  the  outer  flame  ;  in  the  inner,  with  some  intu- 
mescence.   With  soda  and  borax  it  yields  a  bead  of  silver. 

Obs, — Occurs  at  TUkerode  in  the  Harz.    Xamed  after  the  crystallographer  Xaumann. 

According  to  Del  Rio.  another  selenid  of  silver  occurs  at  Tasco  in  Mexico,  crystallized  in  hexag- 
onal tables.    (Beud.  Tr.,  u.  535.) 

42.  EUCAIRITE.    Eukairit  5e7-2.,  Afh.  vi.  42,  1818.    Cuivre  selenie  argental  ^.  Seleniuret 

of  silver  and  copper.    Selenkupfersilber  Germ. 

Massive  and  granular ;  also  in  black  metallic  films,  staining  the  calcite 
in  which  it  is  contained. 

Soft ;  easily  cut  by  the  knife.  Lustre  metallic.  Color  between  silver- 
white  and  lead-gray.    Streak  shining. 

Comp.— -Cu  Se  +  Ag  Se=(eu,  Ag)  Se=Seleninm  Bl-6.  copper  25-3.  silver  43-1=100.  Analy- 
ses: 1-3,  Berzelius  (1.  c);  4-6,  Nordenskiold  (Bull  Soc.  Ch.,  II.  vii.  411) : 


1.  Skrikeriim  Selenium  28-54  Copper  25-30  Silver  42-73=96-57. 

2.  "  26-00  "     23-05  •'     42-73.  gany-ue  8-90  =  96-83. 

3.  .  "  "      28-63  "     25-39  42-86  =  96-SS. 

4         "  32-01  "     23-83  "     44-21.  thaUium //-.  =  100-41  Xord. 

5.  "  "     [31-97]  "     25-30  "     42-73.  -=100X'ord. 

6.  "  "     [32-22]  "     24-86  "     42-57  =  100  Xord. 


Pyr.,  etc. — B  B.  gives  copious  fumes  of  selenium,  and  on  charcoal  fuses  readily  to  a  gray  me- 
tallic globule,  leaving  a  bead  of  selenid  of  silver.  "VVith  borax  a  copper  reaction.  Dissolves  in 
boiling  nitric  acid. 

Obs. — Occurs  in  small  quantities  in  the  Skrikerum  copper  mine  in  Smoaland,  Sweden,  in  a 
kind  of  serpentine  rock,  imbedded  in  calcite ;  in  Chili  at  Aguas  Blancas.  near  Copiapo  (this  variety 
affording  Domeyko  (Mm..  206)  Se  32*2,  Cu  28-0,  Ag.  39-8),  and  at  the  mines  of  Flamenco,  a  few 
leagues  north  of  Trespuntas,  in  the  desert  of  Atacama.  Also  a  similar  ore  (Ann,  d.  M.,  YI.  v. 
45><.  and  C.  R.,  Iviii.  556)  on  the  east  side  of  the  Andes  of  ChUi.  in  the  province  of  San  Juan, 
where  it  occurs  in  a  narrow  vein  (lU-12  mm.  broad),  and  has  a  lead-gray  color,  tarnisiies  easilj^, 
and  is  partly  granular,  and  partly  very  imperfectly  lamellar ;  at  the  Cacheuta  mine,  in  the  prov- 
ince of  Mendoza,  with  other  selenids. 


Analyses :  1,  Rose  (1.  c.) ;  2, 

Lead  4-91  =  100  Rose. 
"   60-15  =  98-34  Ramm. 
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Named  by  Berzelius  from  ev,  Kaipng^  opportunely,  because  fouDd  bj  liim  soon  after  tlie  discovery 
of  the  metal  selemum. 

43.  CROOKESITE.    A.  E.  NordensMold,  (Efv.  Ak.  Stockh.,  1866,  Bull.  Soc.  Ch.,  II.  vii.  413 
Massive,  compact;  no  trace  of  crystallization. 

H.  =  2-5 — 3.    G.=:G-90.    Lustre 'metallic.    Color  lead-gray.  Brittle. 

Comp— (C'u,  Tl,  Ag)  Se=Selenium  33-28.  copper  45-16,  thallium  17*25,  silver  3-71  =  100. 
Analyses:  Nordenskiold  (1.  c): 

Se  Cu  Ag  Pe  Tl 

1.  [33-27]  46-11  1-44  0-63  18-55=rl00. 


30-86 
32-10 


46-55 
44-21 


5-04 
5-09 


0-  36 

1-  28 


16-27: 
16-89: 


:99-08. 
:99-57. 


Pyr.,  etc. — B.B.  fuses  very  easily  to  a  greenish-black  sinning  enamel,  colormg  the  flame 
strongly  green.    Insoluble  in  muriatic  acid;  completely  soluble  in  nitric. 

Obs. — From  the  mine  of  Skrikerum  in  Norway.  Formerly  regarded  as  selenid  of  copper  or 
jerzelianite.    Named  after  T\'m.  Crookes,  the  discoverer  of  the  metal  thallium. 


44.  GALENITE.  Galena  PHn.,  xxxiii.  31  [not  Galena  or  Molybdsena  (=litharge-like  product 
from  the  ore),  Flin.,  xxxiv.  47,  53].  Molybdaena  pt..  Plumbago  pt.,  Galena,  Pleiertz,  Plei-Glanz, 
Agric,  1546.  Plumbago  pt.,  Blygiants,  Galena,  Plumbum  sulphure  et  argento  mineralisatum, 
Wall,  292,  1747,  Cronst,  167,  168,  1758.  Sulphuret  of  Lead.  Plomb  sulfure  Fr.  Galenit  von 
Kob.,  Min.,  201,  1858. 

Plum.bago,  Pleischweis  ?  Ag)ic.,  Interpr.,  467,  1 546.  Bleischveif,  Plumbago,  Plumbum  sulphure 
et  arsenico  minerahsatum.  Wall,  294,  1746.  i^teinmannifce  Zippe,  Yerh.  Ges.  Mus.  Bobmeu,, 
1833,  39.  Targionite  BecM,  Am.  J.  Sci.,  II.  xiv.  60,  1852.  Supersulphurettod  Lead  Johnston, 
Rep.  Brit.  Assoc.,  572,  1833;  Thomson,  Min.,  i.  552,  1836;  Johnstonite  Greg  &  Lettsom,  Min., 
448,  1858. 

Isometric.  Observed  planes :  1,  /;  2,  3 ;  3-3,  2-2,  f -f .  Figs.  1  to 
8,  23  with  planes  1,  70,  71,  the  last  a  distorted  form.    Cleavage,  cubic, 
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perfect ;  octahedral  in  traces.  Twins,  like  f.  50  ;  the  same  kind  of  composi- 
tion repeated,  f.  72,  and  flattened  parallel  to  1.  Also  reticulated,  tabular; 
coarse  or  line  granular ;  sometimes  impalpable  ;  occasionally  fibrous. 

H.  =  2-5 — 2-'75.  G.  =  7*25 — 7*7.  Lustre  metallic.  Color  and  streak 
pure  lead-gray.  Surface  of  crystals  occasionally  tarnished.  Fracture  flat 
subconchoidal,  or  even.  Frangible. 

Comp.,  Var. — Pb  S=Sulphur  13-4,  lead  86-6  =  100.  Contains  silver,  and  occasionally  selenium 
(ore  fr.  Fahlun,  Berz.),  zinc,  cadmium,  antimony,  copper,  as  sulphids;  besides,  also,  sometimes 
native  silver  and  gold ;  and  even  platinum  has  been  reported  as  occurring  in  a  galeuite  from  the 
Dept.  of  Charente,  Francs. 

Var.  1.  Ordinary,  [a]  Well  crystallized;  {h)  somewhat  fibrous  and  plumose:  (c)  granular 
coarse  or  fine ;  {d)  crypto-crystalliue. 
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2.  Argentiferous.  All  galenite  is  more  or  less  argentiferous,  and  no  external  characters  serve 
to  distinguish  the  kinds  that  are  much  so  from  those  that  are  not. 

3.  Containing  arsenic,  or  antimony,  or  an  ore  of  these  metals,  as  impurity.  Here  belong  the 
Ueischwtif.  iargionite^  and  sicinmannite,  -which  appear  to  he  merely  impure  galenite. 

4.  Containing  an  excess  of  sulphur,  tlirough  mixture.  Supersulpliuretied  lead  of  Johnston  and 
others  (or  Johnstonite)  is  here  inehuled.  The  excess  of  sulphur  is  owing  to  a  decomposition  of  a 
portion  of  the  mass,  setting  part  of  the  sulphur  free. 

Analyses:  1,  Thomson  (Ed.  Phil.  J.,  ]b29,  25G) ;  2,  3,  Lerch  (Ann.  Ch.  Pharm.,  xlv.  325): 

1.  Durham  S  13-02  Pb  85-13  Fe  0-50  =  98-65  Thomson. 

2.  Przibram    G.  =  '7-252       14-41        81-80  Zn  3-59  =  99-80  L.  Pb  S  to  Zn  S  as  6:1 

3.  G-.  =  7-324       14-18        83-61        2-18  =  99-97  L.  Pb  S  to  Zu  S  as  12  :  1 

Schwartz  found  6*02  p.  c.  of  cadmium  in  a  galena  from  Altenberg. 

The  silver  present  is  detected  easily  by  cupellation.  The  galenite  of  the  Harz  affords  -03  to 
•05  p.  c.  of  silver;  the  English  -02  to  -O:^ ;  that  of  Leadhihs,  Scotland,  '03  to  -06;  of  Monroe,  Ct., 
3  p.  c. ;  of  Roxbury,  Ct.,  assi^yed  by  P.  Collier,  TbS  p.  c.  silver;  Eaton  K  IL,  0-1,  C.  T.  Jackson; 
Shell)urne,  X.  IL,  (»-15;  of  Missouri,  -0012  to  -Uo27,  Litton;  Arkansas,  O-oiS  to  '05,  Silhman,  Jr.; 
Middletown,  Ct.,  o-15  to  ii-2ii  p.  c. ;  Pike's  Peak,  Colorado,  0-05  to  O-oG  p.  c. 

The  foUowmg,  from  Tuscany,  contain  antimony  and  silver  (E.  Bechi,  Am.  J.  Sci.,  IL  xiv.  GO): 


S 

Pb 

Sb 

Ee 

Cu 

Zn 

Ag 

1. 

Bottino  12-840 

80-700 

8-807 

1-877 

0-440 

0-U24 

0-325  = 

99-013 

2. 

"  15-245 

'78-288 

4-481 

1-828 

tr. 

0-4,-5  = 

100-227 

3. 

"  15-508 

78-284 

2-452 

2-811 

0-560  = 

99-610 

4. 

Argentiera  IG'ISO 

72-440 

4-  ■;08 

1-S55 

4- -.5 1 

0-65i  = 

100-284 

5. 

"  15-62 

72-91) 

5-77 

1-77 

1-11 

1-33 

0-72  = 

99-220 

No  5  is  the  targioniie  of  Bechi,  occurring  in  octahedrons  with  G.  =  6-932. 

The  hleisrJureif  from  Clausthal  in  the  Harz,  G.  =  7'53 — 7-55,  analvzcd  by  Eammelsberg  (Miu. 
Chem.,  49)  afforded,  Pb  S  95-85,  Zn  S  3-34,  Fe  S"  0-54,  Sb  S'  0-80=  1 00-08.  Schwarz  (Eer.  Ak. 
Wicn,  XXV.  5i)l)  found  in  one  specimen  of  deinmannite,  Pb  S  76'48,  with  As^  S^  9--^5.  Sb"  S''  0-77, 
Zn  S  11-88,  Fe  S  ■-  -1(1  =  99-88;  and  in  another,  less  lead,  onlj^  a  trace  of  zinc,  very  little  arsenic, 
and  much  antimony ;  and  he  concluded  that  the  suipliid  of  lead  was  the  only  constant  constituent. 

The  supersuiphureited  lead  gave  Johnston,  Pb  S  90-38,  S  8-71.  P.  Hofmann  found  ^^'T  p.  c.  of 
sulphur  in  a  galenite  from  Ncw-Sinka,  Transylvania,  along  with  51-30  of  sulphate  of  lead. 

Pyr. — In  the  open  tube  gives  sulphurous  fumes.  B.B.  on  charcoal  fuses,  emits  sulphurous 
fumes,  coats  the  coal  yellow,  and  yields  a  globule  of  metallic  lead.    Soluble  in  nitric  acid. 

Obs. — Occurs  in  beds  and  veins,  both  in  crystalline  and  uncrystalline  rocks.  It  is  often  asso- 
ciated with  pyrito,  niarcasite,  blende,  chalcopyrite,  arsenopyrite,  etc.,  in  a  gangue  of  quartz,  calcite, 
barlte  or  fluor,  etc. :  also  with  cerussite,  anglcsite,  and  other  salts  of  lead,  which  are  frequent 
results  of  its  alteration.  It  is  also  common  with  Rold,  and  in  veins  of  silver  ores  E.  J.  Chapman 
remarks  that  galenite  is  seldom  much  argentiferous  except  when  it  is  associated  with  mispickel 
or  some  other  arsenical  ore. 

At  Freiberg  in  Saxony  it  occupies  veins  in  gneiss;  in  Spain,  in  granite  at  Linares,  and  also  in 
Catalonia,  Greiiada,  and  elsewhere ;  at  Clausthal  and  Xeudorf  in  the  Ilarz,  and  at  Przibram  iu 
Bohemia,  it  forms  veins  in  clay  slate;  in  Styria  it  occurs  in  the  same  kind  cf  rock  in  beds;  at 
Sala  in  Sweden  it  forms  veins  in  granular  limestone ;  through  the  ^raywaeke  of  Leadhihs  and 
the  killas  of  Cornwall,  in  veins;  i:i  mour;tain  limestone  in  Derbyshire,  ( 'umberkiiid.  and  the 
northern  districts  of  England,  and  also  in  Bknljerg,  and  the  neighboring  localities  of  (_':-rintliia.  In 
the  English  mines  it  is  associated  witli  calcite,  pearl  spar,  fluor,  barite,  witherite,  eaian  ine.  ;ind 
blende.  Other  localities  are  Joaehimstlial,  where  it  is  worked  principahy  for  llie  silver;  Przibram 
in  Bohemia;  in  Nertscliiusk,  East  Siberia;  in  Algeria;  near  Cape  of  Good  Hope;  in  Australia; 
Chili;  BoUvia,  etc. 

Extensive  deposits  of  this  ore  in  the  United  States  exist  in  Missouri,  Illinois,  Iowa,  and  TMs- 
consin.  The  ore  occurs  in  stratified  limestone,  of  diiYerent  periods  of  the  Lower  Silurian  era, 
especially  the  Trenton,  associate,!  with  bleu'le,  smithsouite  ("dry-bone"  of  the  miners;,  calcite, 
pyrite,  and  often  an  ore  of  copper  and  cobalt.  The  mines  of  ^iissouri  were  distovtred  in  172", 
by  Francis  Renault  and  Mr.  la  Motte  ;  they  are  situated  in  the  counties  of  Washington,  Jeflerson, 
and  Madison.  Of  the  Upper  Mississippi  lead  region,  five-sixths,  says  Whitney  (Rep;  Up.  Miss, 
region,  1862).  belong  to  Wisconsin,  and  the  ricliest  portion  is  in  that  part  of  the  State  adjoining 
Illinois  and  Iowa.  The  productive  lead  district  is  bounded  on  the  west,  north,  and  east  by  the 
Mississippi,  Wisconsin,  and  Rock  rivers.  The  occurrence  of  calo  spar  in  the  soil,  or  sink  holes 
in  lines,  are  considered  indications  of  lead.  From  a  single  spot,  not  exceeding  lilty  yards  square, 
1.500  tons  of  ore  have  been  raised. 

Occurs  also  in  Illiuois,  at  Cave-in-Rock,  associated  with  fluorite.    In  Kew  York,  at  Eossie,  St 
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Lawrence  Co.,  in  veins  from  one  to  three  or  four  feet  in  width,  the  crj^stnls  often  very  large  [like 
f.  70,  without  i\  with  calcite,  iron  and  copper  pj-rites,  and  some  blende  and  celestiue;  near 
Wurtzboro,  Sullivan  Co.,  in  a  large  vein  in  millstone  grit,  with  blende,  iron  and  copper  pyrites-, 
at  Aucram,  Cjluinbia  Co.;  in  Ulster  Co.,  where  often  in  crystals  with  the  plaues  0,  1,  i-'A,  or 
like  TO.  exc3pt  that  the  edges  are  bevelled.  In  Maine,  veins  of  considerable  extent  exist  at  Lubee, 
where  ihe  ore  is  associated  with  chalcopyrite  and  blende;  also  less  extensively  at  Blue  Hill 
Brv.  Bingham,  and  ParsonsviUe.  In  New  Ilamp^ihire,  at  Eaton,  with  blende  and  chalcopyrite; 
auJ  also  at  Haverhill,  Bath,  and  Tamworth.  In  Veiinont^  at  Thetford.  In  ConnecUcuU  at  AJiddle- 
towii,  in  a  vein  in  argillite,  massive  and  crystalline.  In  Mmsacluisetts^  at  Southampton,  Leverett, 
and  St3rling.  In  Pennsylvania,  at  Phenixville  and  elsewhere.  In  Virginia^  at  Austin's  mines  in 
Wythe  Co.,  Waltou's  gold  mine  in  Louisa  Co ,  and  other  places.  In  Tennessee,  at  Brown's  Creek, 
and  a*t  llaysboro,  near  Nashville,  with  blende  and  heavy  spar.  In  MicJugan,  in  the  region  of 
Chocolate  riv^cr  and  elsewhere,  and  Lake  Superior  copper  districts;  on  the  N.  shore  of  L. 
Suparior,  in  Neebing  on  Thunder  Bay,  and  around  Black  Bay. 

In  Cal'fornia,  at  many  of  the  gold  mines.  In  Nevada,  abundant  on  Walker's  river,  and  at 
Steamboat  Springs,  Galena  district.  In  Aj-izona,  in  the  Castle  Dome,  Eureka,  and  other  districts. 
In  Colorado,  at  Pike's  Peak,  etc. 

Ait. — Aiiuium,  auglesite,  cerussite,  pyromorphite,  wulfenite,  tetraliedrite,  chalcocite,  diallogite, 
qiiiu'tz,  limonite,  pyrite,  pistoniesite  (pistopyrite  Breith.),  calamine,  occur  as  pseudomorphs  after 
galenite,  partly  from  alteration,  and  partly  through  removal  and  substitution.  A  change  to  the 
carbonate  (cerussite).  with  the  setting  free  of  sulphur,  is  the  most  common. 

The  spacimens  regarded  as  pseudomorphs  after  pyromorphite,  from  Bernkastel  on  the  Mosel, 
Breithaupt  makes  into  a  new  species  (B.  H.  Ztg.,  xxi.  yn,  1862,  xxii.  3G.  18h3).  which  he  calls 
2)l'jmheine,  or  one  spacias  of  his  Sexangdites,  regarding  this  sulphid  of  lead  as  crystallized  in 
hexagonal  prisms,  and  not  a  pseudomorph.  It  has  Gr.  =  G*T29 — 6\s7,  and  hexagonal  cleavage. 
He  places  with  it  the  stalactitic  galena  of  Cornwall,  Freiberg,  and  Przibram. 

A  galenite  occurs  in  Lobauon  Co.,  Pa.,  which  has  an  easy  oc'ahedral  cleavage,  as  first  observed 
by  Dr.  John  Torrey.  It  is  regarded  by  some  as  proof  of  dimorpliism  of  the  sulphid  of  lead,  and 
by  others  as  a  result  of  pseudomorphism  after  a  mineral  with  octahedral  cleavage.  See  Am.  J. 
^ci.,  II.  XXXV.  126.  Dr.  Torrey  observes  that  on  moderate  heating  the  cleavage  becomes  cubic.  In 
specific  gravity  it  does  not  difler  from  ordinary  galenite. 

Fournetite  of  Ch.  Mene  (C.  R.,  li.  463),  supposed  to  be  near  tetrahedrite,  is  pronounced  by 
Fouruet  (C.  R.,  liv.  1()96)  a  mixture  of  galenite  with  copper  ore. 

Artif. — Galenite  is  sometimes  a  furnace  product.  It  has  been  made  in  crystals  by  heating 
oxyd  or  silicate  of  lead  with  vapor  of  sulphur  (Wurtz) ;  also  by  suspending  sulphate  of  lead  in  a 
bag  in  water  saturated  with  carbonic  acid,  and  in  which  putrid  fermentation  is  kept  up  (as  by  au 
oyster  in  the  water),  there  resulting  an  incrustation  of  galenite  upon  the  shells  (Gages,  Brit. 
Assoc.,  206,  186.3). 

44A.  HuASCOLi TE  Z):t??a.  (Galena  blendosa  Domeyko,  Min.,  1(^8,  I860.  Sulphid  of  lead  and 
zinc  D.  Forbe-;  Pliil.  Mag.,  IV  xxv.  110.)  Tlie  characters  are  mostly  those  of  galenite.  It  has  a 
granular  or  saccharoid  il  texture,  a  lead-gray  color  rather  paler  than  ordinary  galenite,  but  little 
lustre,  and  is  appareut'y  hamogeaeous  and  without  any  mixture  of  blende.  Domeyko  obtained 
(1.  c.)  S  19-2,  Pb  4s-t"i,  Za  25  6,  gangue  S'l  :  which  corresponds  nearly  to  Pb  S  +  1^  Zn  S.  It 
co.nes  from  lugihuas,  in  the  province  of  Iluasco,  where  it  forms  large  aggregated  masses  or 
nodules  in  the  lower  part  of  the  vein. 

44B.  CuPEOPLUMBiTE  Brcith.  (^K'tpferbleispath  of  the  Germans,  Galena  cobriza  Dom.eyko),  from 
Chili,  where  it  is  not  rare,  appears  to  be,  as  Domeyko's  name  for  it  and  his  desc.iption  implies 
(Min.,  1860,  168),  a  mere  mixture  of  galenite  and  chalcocite.  The  structure,  color,  and  lusire 
vary  from  those  of  galenite  to  those  nearly  of  chalcocite  and  covellite :  the  color  a  little  darker, 
and  passing  to  iron-gray  and  iniUgo-blue  ;  the  lustre  generally  feeble  and  sometimes  almost  Wcut- 
ing,  and  looking,  says  Domeyko,  "  as  if  sulphuret  of  copper  w^"e  distributed  through  it."  Tlie 
specimens  contain  disseminated  ores  of  copper,  and  come  from  a  mine  in  Catemo  '^Aconcagua). 
Analyses:  1,  Plattner  (Pogg.,  Ixi.  671);  2,  Field'(Am.  J.  Sci.,  IL  xxvii.  367)  : 

1.  S  [15-1]    Pb  64-9    Cu  19-5    Ag  0*5  =100  Plattner.    G.  =  6-4-6-43 

2.  Algodoncs  17-OvJ         28-25       53-63  =  98-88  Field.    G.  =  6-i0. 

Field  has  named  the  variety  analyzed  by  him  Alisonite;  it  was  from  ^lina  Grande,  near  Co- 
quimbo.  According  to  G.  Uirich,  a  similar  mineral  occurs  at  M'lvor  in  Victoria,  Australia. 
Gentli  suggests  that  this  mineral  may  have  resulted  from  the  alteration  of  galenite,  which  is  prob- 
ably true  in  some  cases. 

45.  CLAUSTHALITfl.  Selenblei  Zinken,  1823.  Pogg.,  ii.  415,  1824,  iii.  271  ;  H.  Rose,  ib ,  ii, 
415,  iii.  281.  Seleniuret  of  Lead.  Plomb  seleuiure  i^r.  ClausthaUe  .Sewd,  Tr.,  ii.  531.  Cluus- 
thalite. 
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Kobalt-Bleiglanz  [=Cobaltic  Galena]  Ilausm.,  Nordd.  Beitr.  B.  H.,  iii.  120.  Kobijltbleierz  Hausm., 
Handb.,  183,  1813;  id.  Strom,  tt  ffaitsoi.,  Gott.  gel.  Anz.,  1825,  329.    Seleukuh.-iltblei  IT.  Rose, 
Tilkerodite  i/ttid,  Haudb.,  5G6,  1845. 

Isometric.  Occurs  comnioDl}^  in  line  granular  masses  ;  some  specimens 
foliated.    Cleavage  cubic. 

H.  =  2'5  — 3.  G.  =  T'6  —  8*8.  Lustre  metallic.  Color  lead-gray,  somewhat 
bluish.    Streak  dai'ker.    Opaque.    Fracture  granular  and  shining. 

Comp,,  Var.— Pb  Se  =  Seleniuin  27-6,  lead  72-4=100.  Besides  ( 1)  the  pure  selenid  of  lead,  there 
are  others,  often  arranged  as  distinct  species,  which  contain  cobalt,  coppjr.  or  mercuiy.  in  place 
cf  part  of  tlie  lead,  and  sometimes  a  liltle  silver  or  iron.  The  proportions  of  thvuL'  inyr.  .  Heats 
vary  so  much  and  so  irregularly,  that  the  true  chemical  constitution  of  the  ores,  as  RauKuel.-lxn'.i^- 
states,  is  yet  doubtful.  (2)  The  cobaltic  ore  (anal.  :;),  TilL-trotUtt  Haid.,  is  here  retained  as  a  va- 
riet}-  of  clausthalite.  It  affords  the  formula  G  Pb  Se  +  Co  S',  according  to  Rose,  who  makes  the 
loss  mainly  selenium;  but  taking  the  results  as  tliey  stand.  6  Pb  Se-i-Co  S3. 

Analyses:  1,  H.  Rose  (1.  c.) ;  2,  Stromeyer  (Pogg.,  ii.  4t'3} ;  3,  11.  Rose  (Pogg.,  iii.  288)  : 

Fe 

  =99-40  Rose. 

  =99-92  Strom.    G.  =  7-697. 

U-45  =9S'93  Rose. 


Se 

Pb 

Co 

1. 

Clausthaliie 

27-59 

71-81 

2. 

28-11 

70-98 

0-S3 

3. 

Tilkerodite 

31-42 

63-92 

3-14 

Pyr. — Decrepitates  in  the  closed  tube.  In  the  open  tube  gives  selenous  fumes  and  a  red  sub- 
limate. B.B.  on  charcoal  a  strong  selenous  odor  ;  partially  fuses.  Coats  Ih^  coal  near  the  assay 
at  first  gray,  with  a  reddish  border  (selenium),  and  later  yellow  (oxydof  leaA)  ;  vdien  pure"entireiy 
volatile  ;  with  soda  gives  a  globule  of  metallic  lead.  The  ttlkerodite  yields  a  black  residue,  and 
gives  a  cobalt-blue  bead  with  borax. 

Obs. — Much  resembles  a  granular  galenite  ;  but  the  faint  tinge  of  blue  and  the  B.B.  selenium 
fumes  serve  to  distinguish  it. 

Found  with  the  following  selenic  ores :  first  by  Zinkeu,  near  Harzgerode  in  the.  Harz  wit^j 
hematite,  at  Clans  thai,  Tilkerode,  Zorge,  and  Lehrbach  ;  at  Reinsbe  rg,  near  Freiberg,  in  Saxony  ; 
at  the  Rio  Tinto  mines  near  Seville,  Spain ;  Cacheuta  mine,  Mendoza,  S.  A. 

46.  ZORGITE.  Selenblei  mit  Selenkupfer  H.  Rose,  Pogg.,  ii.  415,  1824.  Selenkupferblei,  Selen- 
bleikupfer,  Rose,  ib.,  iii.  293,  294,  296.  Seleniuret  of  Lead  and  Copper.  Zorgite  B.  &  M.,  153, 
1852.    Raphanosmit  v.  Kob.,  Taf.,  6,  1853. 

Massive,  granular,  like  Claustlialite. 

H.  =  2'5.  Gr.  =  7 — 7*5.  Lustre  metallic.  Color  dark  or  light  lead-gray, 
sometimes  inclining  to  reddish,  and  often  with  a  brass-yellow  or  blue  tar- 
nish.   Streak  darker.  Brittle. 

Comp. — Pb  Se  +  Cu  and  Se  in  varying  amounts ;  and  perhaps  only  a  mixture  of  clausthalitQ 
with  the  other  ingredients.  Analyses :  1,  2,  H.  Rose  (Pogg.,  iii.  288) ;  3,  4,  Korsten  (ib.,  xlvi. 
265)  : 

Se       Pb       Cu  Ag 

1.  TDkerode    34-26    47-43    15-15  1-^9  Fe  Pb  2-;^8  =  100-51  Rose. 

2.  "  29-96    59.67      7*86  Fe  Pb  0-44  M«dec.  1  •00  =  99-26  Rose. 

3.  Glasbach    SQ-oO    53.74     8-02  0-05  Fe  2-oO  S  ^y.,  quartz  4-5  =  9S-3 1  Kerst. 

4.  "          29-35    63-62     4-00  0-07  Fe  S  tr.,  quartz  2-06  =  99-30  Kerst. 

(1)  No.  1  is  Rose's  SelenUeikupfer=4:  Pb  +  4  Cu  +  7  Se.  or  wanting  \  Se  of  Pb  Se  +  Cu  Se;  and 
(2)  No.  2  his  SelenkupferMei=d  Pb  +  4  Cu  +  12  Se,  which  is  near  2  Pb  Se  +  Cu  Se,  the  formula  of 
No.  3 ;  (3)  No.  4=5  Pb  Se  +  Cu  Se.  The  deficiency  of  Se  in  Nos.  1  and  2  may  be  a  result  of 
partial  alteration. 

Pyr. — Like  clausthalite,  but  yielding  a  black  residue  and  a  globule  of  copper,  with  usually,  wheu 
cupelled,  a  trace  of  silver. 

Obs, — Occurs  under  similar  circumstances  with  clausthalite  at  Tilkerode  and  Zorge  in  the  Harz  ; 
at  Glasbach  near  Gabel  in  Thuringia,  in  argilkiceous  schist  with  galenite,  chalcopyrite,  malachite,  in 
a  gapgue  of  calcite,  side  rite,  fluorite,  and  quartz. 


SULPniDS,  ETC. 


47.  LEHRBACHITE.  Selenblei  mit  Selenquecksilber  H  Rose,  ii.  418,  1824,  iii.  29T.  Selen. 
Quecksilberbiei  Leonh.,  Haudb.,  592,  1826.  Seleniuret  of  Lead  and  Mercury.  Lehrbacliite  £.  <fi 
M.,  Miu.,  153,  1852. 

Massive,  granular. 

G.  =  T-8u5— T'STl).    Color  lead-gray,  steel-graj,  iron-black.  Brittle. 

Comp.— Pb  Se  with  Hg  Se.    Analyses  :  1,  Rose  (1.  c);  2,  3,  Soliultz  (Ramm.  Min.  Cli.,  1011): 

1.  Tilkerode    Se  24-97    Pb  55*84    Hg  16-94=97-T5. 

2.  27-68         61-70  8-3:^,    S  O'S,    3Pe  0-64=99-15  S.,  G.  =  7-089. 

3.  "  24-41         16-93  55-52,    8  l-l=:97-96  8.,  G.  =  8-104. 

Pyr. — In  the  closed  tube  gives  a  lustrous  motallic  gray  sublimate  of  selenid  of  mercury ;  with 
soda,  a  subUmate  consisting  of  globules  of  mercury.  In  the  open  tube  gives  reactions  for  selen- 
ium, and  a  sublimate  of  selenate  of  mercury  condensing  in  drops.    On  charcoal  like  clausthahte. 

Obs. — Prom  Tilkerode  and  Lehrbacli,  in  the  Harz,  like  clausthahte. 

48.  ALTAITE.  Tellurblei  G.  Rose,  Pogg.,  xviii.68,  1830.  Tellurid  of  Lead.  Elasmose  Huoi., 
jNIin.,  i.  1841 ;  0.  d'Halloy,  Introd.  a  la  GeoL,  1833  (not  of  Beud.  Tr,,  1832),  etc.  Altait  Haid., 
Handb.,  556,  1845. 

Isometric.    Usually  massive  ;  rarely  in  cubes.    Cleavage  :  cubic. 
11.=: 3— 3-5.    G.  =  8'159,  G.  Rose.    Lustre  metallic.    Color  tin-wliite, 
resembling  that  of  native  antimony,  with  a  yellow  tarnish.  Sectile. 

Comp. — Pb  Te=Tellurium  38*3,  lead  61-7.  Analysis  by  G-.  Rose  (Pogg.,  xviii.  6S)  gave  silver 
r28p.  c. ;  and  from  an  imperfect  approximative  determination  of  the  lead  and  tellurium  Rose 
assumed  them  to  have  the  same  relation  as  in  hessite,  or  Tellurium  38-37,  lead  60-35. 

Pyr. — In  the  open  tube  fuses,  gives  fumes  of  tellurous  acid,  forming  a  white  subhmate,  which 
B.B.  fuses  into  colorless  drops.  On  charcoal  in  R.F.  colors  the  flame  bluish,  fuses  to  a  globule, 
coats  the  coal  near  the  assay  with  a  lustrous  metallic  ling  of  tallurid  of  lead,  outside  of  which  it 
i.s  brownish-yellow,  and  in  O.F.  still  more  yehow.    Entirely  volatile,  except  a  trace  of  silver. 

Obs. — From  Savodiuski  near  Siranovski,  in  the  Altai,  with  hessite. 

Huot  says  that  Beudant  in  his  lectures  changed  his  first  use  of  the  name  Elasmose;  and  the 
later  use  Huot  adopts  in  his  .Mineralogy,  and  Omalius  d'Halloy  in  liis  Introduction  to  Geology. 
The  confusion  thus  occasioned,  and  the  unallowable  form  of  the  name,  are  reasons  enough  for  set- 
ting it  aside  altogether,  and  adopting  AUaite. 

49.  BORNITE.  Kupferkies  pt,  Kupfer-Lazul  Eenckel,  Pyrit.,  1725.  Lefverslag,  Brun 
Kopparmalm,  Minera  Cupri  Hepatica,  Cuprum  sulfure  et  ferro  mineralisatum,  Wall,  283,  1747. 
Cuivre  vitreuse  violette  Fr.  Trl  Wall,,  1753.  Koppar-Lazur,  Minera  Cupri  Lazurea,  Cronst., 
175,  1758.  Buntkupfererz  Wera.  Purple  Copper  Ore  Kinu.  Variegated  Copper  Ore.  Cui- 
vre pyriteux  hepatique,  H.  Pliillipsite  Beud.,  ii.,  Tr.,  ii.  411,  1832.  Pyrites  erubescens  Dana, 
Min.,  408,  1837;  Poikilopyrites  Glocl:,  Grundr.,  328,  1839.  Bornit  Haid.,  Handb.,  562,  1845. 
Poikilit  Breith.  Erubescite  Bana,  Min.,  510,  1850.  Cobre  abigarrado,  Cobre  panaceo,  Bo- 
tneyko. 

Isometric.  Observed  planes  0,  7,  1,  2-2.  Figs.  1,  2,  3,  11,  14.  Cleav- 
age :  octahedral  in  traces.  Twins :  f.  50.  Massive,  structure  granular  or 
compact. 

II.=:3.  G.^l'-l— 5*5.  Lustre  metallic.  Color  between  copper-red  and 
pinchbeck-brown ;  speedily  tarnislies.  Streak  pale  grayish-black,  slightly 
shining.    Fracture  small  conchoidal,  uneven.  Brittle. 

ComD.,  Var. — (€u,  Fe)  S,  the  proportion  of  €uto  Pe  varying;  and  sometimes  (there  being  an 
excess  of  sulphur  above  the  ratio  of  unity)  united  to  Fe  (pyrite),  either  as  an  impurity  or  a 
chemical  compound;  at  times  also  mixed  with  clialcopyrite.  As  it  is  a  result  of  the  alteration  of 
other  ores,  occurring  only  sparingly  at  great  depths  in  veins,  such  compounds,  or  mixtures,  are 
not  improbable. 
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(1)  .  In  aual.  1,  5,  6,  €'u  :  Fo=4  :  1  nearly,  whence  the  special  formula  (f  6u-f  i  Fe)  S=Salphui 
22-11.  copper  70-13,  Fe  7-76  =  100. 

(2)  .'  In  pnal.  3,  4,  17,  18,  en  :  Fe=2  :  1  nearly,  and  hence  (|eu  +  ^Fe)  S=Sulphur  23-7,  cop- 
per G2  o.  Fe  13-8=100. 

(3)  .  In  tho  otlier  analyses  FeS"  is  apparently  present,  (a).  Anal.  2,  16,  19,  20,  21,  22  approxi- 
mate more  or  less,  in  the  ratio  of  sumhar  to  tho  metals,  to  15:  13,  whence  the  formula  11  (t^u.  Fe) 
S  2  Fe  S-  (:=4^  i\i  S  +  Fe-  8-'  R-.mim.)  =  S  26-00.  Cu  6i-.s7,  Fe  12-13.  (h).  Anal.  7  and  13  cor- 
respond to  6  {e'u,  Fe)  S  +  Fe  S"'  (  =  5  1-u  S  +  Fe"^  Ramm.).  (c).  Anal.  8,  9,  10.  12,  15,  cor- 
respond to  5  (eu,  Fc)  S  +  2  Fe  .S-  (  =  3  t^u  S  +  2  Fe^  S'^  Ramm.)  =  S  28-04,  Cu  55-60,  Fq  lG-36  = 
100.  (d).  AnaL  •24  =  10  (en,  Fe)  S  +  Fe  (=9  Vu  S  +  Fe"  Ramm.).  Eammelsberg  writes 
for  N"o.  5,  10  €n  S  +  Fe^  S>'=  1 1  (t^u,  Fe)  S  +  Fe  S- :  and  for  No.  6,  8  €u  S  +  Fe^  S'=9  €u  S  + 
Fe  8"^ 

In  anal.  25,  the  proportion  of  copper  is  unusually  small;  6a  :  Fe  =  3  :  2;  formula  3  ^u  S  + 
Fe  S  +  Fe  S'-'  (  =  ]  6u  +  ^  Fc  /  S  +  Fe  S".  But  Mene  observes  that  the  ore  is  not  pure,  and 
that  after  separating  the  impurity,  or  what  is  so  regarded,  it  corresponds  to  6u  S  +  Fe  S'. 

The  presence  of  tlie  ordinary  sulphid  of  iron  Fe  S"  appears  to  be  far  more  probable  than  that 
of  the  uncertain  Fe^  S^,  as  stated  on  page  33. 

Analyses:  1,  2,  Berthier  (Ann.  d.  M.',  III.  iii.  48.  vii.  540,  556);  3,  Philhps  (Ann.  Phil,  1822, 
297):  4,  Brandos  (Schw.  J.,  xxii.  354);  5-9,  Plattner  (Pogg.,  xlvii.  351);  10,  Varrentrapp  (ib.); 
11,  Hisinger  (Afh.,  iv.  362);  12,  Chodnef  (Pogg.,  Ixi.  395);  13,  Bodemann  (Pogg.,  Iv.  115);  14, 
Staaf  (CEfv.  Ak.  Stockh.,  1848,  66);  15-18.  E.^  Bechi  (Am.  J.  ScL,  II.  xiv.  61)']  D.  Forbes  (Ed, 
N.  Phil.  J.,  1.  278);  20,  Booking  (Ann.  Ch.  Ph.,  xevi.  244);  21,  C.  Bergemann  (Jahrb.  Min.,  1857, 
394);  '22,  Rammelsberg  (ZS.  G-.,  xviii.  19);  23,  Collier  (private  contrib.);  24,  Rammelsberg  (ib., 
20);  25,  Mene(C.  R.,  Ixiii.  53): 


S 

Cu 

1.  Montecastelli,  Tuscany 

21-4 

67-2 

2.  St.  Pancrace 

22-8 

59-2 

3.  Ross  I.,  L.  Killarney 

23-75 

6107 

4.  Siberia 

21-65 

61-63 

5.  Sangerhausen,  massive 

22-58 

71-00 

6.  Eisleben,  massive 

22-65 

69-72 

7.  Woitzki,  White  Sea,  mass. 

25-06 

63-03 

8.  Condurra  M  ,  Cornw.,  crysi. 

28-24 

56-70 

9.  Dalarne,  massive 

25-80 

56-10 

10. 

26-98 

58-20 

11.  Yestanforss,  TVestmannl'd 

24-70 

63-33 

12.  Redruth  cryst. 

26-84 

57-80 

13.  Bristol,  Ct.,  massive 

25-70 

62-75 

14.  Westmannland 

60-56 

15.  Mt.  Catini 

24-93 

55-88 

16.  " 

23-36 

59-47 

17.  Miemo 

23-98 

60-16 

18.  Fericcio 

24-70 

60-01 

19.  Jemteland,  Sweden 

24-49 

59-71 

20.  Coquirabo 

25-46 

60-80 

21.  Ramos,  Mexico 

23 -46 

62-17 

22.          "              G.  =  5-030 

25-27 

61  66 

23.  Bristol,  Ct. 

25-83 

61-79 

24.  Lauterberg 

23-75 

68-73 

25.  Corsica 

26-3 

500 

Fe 

6-8.  gangue  4-0  =  99  4  Berthier. 

13-  0,  gangue  5-0  =  100  Berthier, 

14-  0,  quartz  0-5  =  99-32  Phillips. 

12-  75,    "     3-5  =  99-53  Brandos. 

6-  41  =  99-99  Plattner. 

7-  54=99-91  Plattner. 
11-56  =  99-65  Plattner. 
14-84=99'84  Plattner. 

17-  36,  Si  0-13=99-39  Plattner. 
14-85  =  100-03  Varrentrapp. 

1  1-80  =  99-83  Hisinger. 

14-  94,  gangue  0-04=99-71  Chodnef. 
11-64,  quartz  0-04=100-13  Bodemn. 

10-  24,  gangue  4-09=99-11  Staaf. 

18-  03  =  98-84  Bechi. 

13-  87,  gangue  0-75,       1-50  =  98-95  B. 

15-  09  =  99-23  Bechi. 
15-89  =  100-60  Bechi. 

11-  12,  Mn  tr.,  Si  3-83  =  99-15  Forbes— G-.  = 

4-432. 

13-67=99-93  Booking. 
11-79,  Ag  2-58  =  100  Berg.    G.  =  5— 5-476. 
11-80,  Pb  1-90,  Ag  fr.  =  100-63  Ramm. 
11-77,  Ag  /r.  =  99-39  CoUier. 

7-63  =  100-11  Ramm. 
15-4,  insol.  8-1  =  99-80  Mene. 


Pyr.,  etc. — In  the  closed  tube  gives  a  fairt  subhmate  of  sulphur.  In  the  open  tube  yields 
sulphurous  acid,  but  gives  no  sublimate.  B.B.  on  charcoal  fuses  in  R.F.  to  a  brittle  magnetic 
globule.  The  roasted  mineral  gives  ^Wth  the  fluxes  the  reactions  of  iron  and  copper,  and  with 
soda  a  metallic  globule.    Soluble  in  nitric  acid  with  separation  of  sulphur. 

Obs. — Occurs  with  other  copper  ores,  and  is  a  valuable  ore  of  copper.  CrystaUine  varieties 
are  found  in  Cornwall,  and  mostly  in  the  mines  of  Tincroft  and  Dolcoath  near  Redruth,  where  it 
is  called  by  the  miners  "  horse-flesh  ore."  Other  foreign  localities  of  massive  varieties  are  at  Ross 
Island  in  Killarney,  in  Ireland  ;  at  Mount  Catini,  Tuscany ;  in  cupriferous  shale  in  the  Mansfeld 
district,  Germany ;  and  in  Norway,  Siberia,  Silesia,  and  Ilungary. 

It  is  the  principal  copper  ore  at  some  Chihan  mines,  especially  those  of  Tamaya  and  Sapos ; 
also  common  in  Peru,  Bolivia,  and  Mexico.  At  the  copper  mine  in  Bristol,  Conn.,  it  is  abundant, 
and  often  iu  fine  crystalhzations  (f.  1,  3,  4,  and  14  with  planes  0).    At  Cheshire,  it  is  met  with 
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in  cubes,  along  with  barite,  malachite,  and  chalcocite.  Found  massive  at  Mahoopeny,  near 
"Wilkesbarre,  Fenn.,  and  in  other  parts  of  the  same  State,  in  cupriferous  shale,  associated  in  small 
quantities  with  vitreous  copper ;  also  in  granite  at  Chesterfield,  Mass. ;  also  in  New  Jersey.  A 
common  ore  in  Canada,  at  the  Acton  and  other  mines,  along  a  belt  of  15-20  m.,  between  L.  Mem- 
phremagog  and  Quebec. 

Named  after  von  Born,  a  distinguished  mineralogist  of  the  last  century.  The  name  Phillip- 
site  has  a  prior  use  for  another  species. 

50.  BERZELIANITE.  Selenkupfer  Berz.,  Afh.,  vi.  42,  1818.  Selenid  of  copper;  Seleniuret 
of  Copper.  Cuivre  selenie  Fr.  Berzehne  Beud.,  Tr.,  ii.  534,  1832.  BerzeUanite  Z>awa,  Min., 
509,  1850. 

In  thin  dendritic  crusts.  Soft.  Lustre  metallic.  Color  silver-white. 
Streak  shining. 

Comp — -Gu  Se  =  Selenium  38*4,  copper  Gl-6=100.    Analysis  by  Berzelius  (1.  c): 
Selenium  40  Copper  64. 

Pyr. — In  the  open  tube  gives  a  red  sublimate  of  selenium,  with  white  crystals  of  selenoua 
acid.    B.B.  on  charcoal  selenous  fumes,  and  with  soda  yields  a  globule  of  copper. 

Obs. — Occurs  at  Slcrikerum  in  Sweden,  and  also  near  Lehrbach  in  the  Harz. 

Bendant  gave  the  name  Berzdine  to  this  species,  which,  as  it  has  another  earlier  application  in 
the  science,  is  given  to  another  form  above. 

51.  CASTILLITE.    Castilht  Ramm.,  ZS.  G.,  xviii.  213. 

Massive.    Distinctly  foliated. 

H.=r3.  G.  =  5-186  — 5-241.  Lustre  metallic.  Color  and  tarnish  as  in 
bornite. 

Comp.— 4.^  (Gu,  Zn,  Pb,  Ag)  S  +  Fe  S-  with  6u  :  Zn :  Pb  :  Ag=30  :  7  :  2^  :  1).  Analysis  :  Ram- 
melsberg  (1.  c.) : 

S         Cu         Zn         Pb         Ag  Fe 
25-65       41-11      12-09       10-04        4-64        6-49  =  100-02 
Rammelsberg  writes  the  formula  fCu  Ag)^  S+2  (Cu,  Pb,  Zn,  Fe)  S. 

Pyr.,  etc. — B.B.  fuses  rather  difficultly,  and  changes  to  a  slag  colored  red  by  copper.  In 
nitric  acid  dissolves  with  the  separation  of  sulphur  and  sulphate  of  lead,  and  gives  a  blue  solution. 

Obs. — From  duanasevi  in  Mexico,  where  it  was  considered  an  argentiferous  bornite.  It  is  near 
bornite  in  con.-<titution,  as  observed  by  Rammelsberg. 

52.  ALABANDITE.  Schwarze  Blende  (fr.  Transylvania)  M'dller  v.  EeicJienstein,  Phys.  Arb.  Fr. 
in  Wien,  i.  2nd  Quart,  86,  1784;  Bindheim,  Schrift.  G-es.  Fr.,  Berl.  v.  452,  1784  (making it  comp. 
ofMn,  S,  Fe,  Ag).  Schwarzerz  Klapr.,  Beitr.,  iii.  35,  1802.  Braunsteinkies  Leonh.,  Tab.,  70, 
1806.  Brunstein blende  [=Manganblende]  Blv/menbach^  Handb.,  i.  707,  1807.  Manganglanz 
Karst,  Tab.,  72,  1808.  Manganese  sulfure,  Tab.,  iii.  1809.  Sulphuret  of  Manganese. 
Schwefel-Mangan  Germ.  Alabandine  Beud.,  Tr.,  ii.  399,  1832.  Blumenbachit  Breitli.,  B.  H. 
Ztg.,  xxil  193,  1866. 

Isometric.  In  cubes  and  octahedrons.  Cleavage  :  cubic  perfect.  Twins  : 
simple,  with  composition-face  octahedral ;  also  cruciform,  made  of  five  com- 
bined octahedrons.    Usually  granularlj  massive. 

H.r=3-5— 4.  G.=3-95-4-04.  4-036,  Mexico.  Lustre  submetallic. 
Color  irou -black,  tarnished  brown  on  exposure.  Streak  green.  Fracture 
uneven. 

Comp. — Mn3  =  Sulphur  36*7,  manganese  63'3=rl00.  Analyses:  1,  Arfvedson  (Ak.  H.  Stoekh- 
1822);  2,  Bergemauu  (Jahrb.  Min.,  1857,  394): 

1.  Transylvania       Sulphur  37  9       Manganese  62-1  =  100  Arfvedson. 

2.  Mexico  "      36-81  "       62-98=99-79  Bergemann. 
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Earlier  analyses  hy  Klaproth,  Vauquelin,  and  Del  Rio  give  erroneous  results,  the  first  two  find* 
ing  it  mainly  Mn,  with  11  to  15  S. 

"Pyr. — Unchanged  in  the  closed  tube.  In  the  open  tube  sulphurous  fumes.  Roasted  on  charcoal, 
the  assay  is  converted  into  oxyd,  which,  with  the  fluxes,  gives  the  reactions  of  manganese.  Solu- 
ble in  dilute  nitric  acid,  with  evolution  of  sulphuretted  hydrogen. 

Obs. — Manganblonde  occurs  in  veins  in  the  gold  mines  of  Nagyag,  Kapnik,  and  Offenbanya,  in 
Transylvania,  associated  with  tellurium,  carbonate  of  manganese,  and  quartz;  at  Gersdorf,  near 
Freiberg,  a  variety  containing  a  trace  of  arsenic ;  in  Mexico,  at  the  mine  Preciosa  in  Puebla,  with 
tetrahedrite. 

With  regard  to  the  cruciform  twins  of  five  octahedrons,  Schrauf,  who  describes  them,  observes 
that  5  times  the  tetrahedral  angle  70^  is  nearly  360\ 

63.  SYEPOORITE.  Sulphuret  of  Cobalt  Middleton,  Phil.  Mag.,  III.  xviii.  352,  1846.  Syepoorite 
J.  Xicoll,  Min.,  458,  1849.  Kobaltsulfuret  pt.,  Schwefel  Kobalt  pt.,  Kobaltkies  pt.,  Graukobalt- 
erz,  Germ. 

Massive,  clis-eminated  in  grains  or  veins. 

G.  =  5*^:5.    Color  steel-o:rav,  inclinino'  to  vellow. 

Comp.— Co  S=Sulphur  35-2,  cobalt  64*8  =  100.    Analysis  by  Middleton  (1.  c.) : 

Sulphur  35-36       Cobah  64'64=100. 

Obs. — From  Syepoor,  near  Rajpootanah  in  North-west  India,  where  it  occurs  in  ancient  schists 
with  pyrrhotite.    It  is  employed  by  the  Indian  jewelers  to  give  a  rose  color  to  gold. 

54.  PENTLANDITS.  Eisen-Xickelkies  Scheerer,  Fogg.,  Iviii.  316,  1843.  Sulphuret  of 
Iron  and  Nickel    Pentlandite  Z>;i/r.,  Min.,  ii.  549,  1856.    Nicopyrite  ShejJ.,  Min.,  307,  1857. 

Isometric.    Cleavage  octahedral.    Massive,  grannlar. 

H.  =3-5— 4.  G.=i*6.  Color  light  bronze-yellow.  Streak  light  bronze- 
brown.    JN'ot  magnetic. 

Comp.— Ni  +  f  Fe)  S  =  Sulphur  36-0,  iron  41 '9,  nickel  22-1  =  100.  Analysis:  Scheerer 
(Pogg.,  Iviii.  315) : 

S           Fe         Ni  Cu 

1.  36-45       42-70       18-35  l-16=:98-66 

2.  36-64       40-21       21-07  1-78  =  99-70 

Excluding  the  copper  as  chalcopyrite.  No.  1  gives  S  37-02,  Fe  43-73,  Ni  19-25  ;  No.  2,  S  36-86,  Fe 
40-86,  Ni  22-28.  Rivot  found  (Dufr.  Min.,  1.  c),  for  the  ore  from  Craigmuir  in  Argyleshire,  S  35*8, 
Fe  54-8,  Ni  7-6,  quartz  1-4=99-6. 

Pyr.— In  the  open  tube  sulphurous  fumes.  The  powdered  mineral  roasted  B.B.  on  charcoal 
gives  with  the  fluxes  reactions  for  nickel  and  iron. 

Ob^. — Occurs  with  chalcopyrite  in  a  hornblende  rock  near  Lillehammer  in  Southern  Norway; 
slightly  mixed  with  magnetite  at  Craigmuir,  9  m.  from  Inverary,  in  Argyleshire,  Scotland,  in 
gneiss  ;  also  2  m.  from  Inverary,  both  extensively  mined  ;  at  Wheal  Jane  in  Kenwyn,  Cornwall. 
The  ore  is  valuable  for  the  extraction  of  nickel. 

Named  after  Mr.  Pentland. 

55.  GRUNAUITE.    N  ckelwismuthglanz  v.  Kob.,  J.  pr.  Ch.,  vi.  332,  1835.    Bismuth  Nickel. 

Grunauite  Nicol,  Min.  458,  1849.    Saynit  v.  Kob ,  Taf.,  13,  1853. 

Isometric.    Figs.  2,  6,  7.    Cleavage  octahedral. 

H.=4*5.  G.=:5*13.  Lustre  metallic.  Color  light  steel-gray  to  silver- 
white,  often  yellowish  or  grayish  tlirongh  tarnish.  Streak  dark  gray. 
Brittle. 

Comp — Analyses  :  1,  Kobell  (1.  c.) .  2,  3,  Sjhnabel  (Ramm.,  4th  SuppL,  164) : 
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S       Bi  Xi  Fe  Co  Cu  Pb 

1.  38-i6  U-11  40-65  3-48  0  28  1-68  l-58  =  100-24  KobeU. 

2.  31-99  10-49  22-  3  5-55  11-24  11-59  7-1 1  =  IdO  Schnabel. 

3.  33-10  10-41  22-78  6-06  11-73  11-56  4-36:i^l()0  Sclmabel. 

The  sulphur  is  to  the  metals  present  as  4|^ :  3.    No  probable  formula  has  been  deduced. 
Pyr.,  etc. — Fuses  to  a  gray,  brittle,  magnetic  globule,  coloring  the  charcoal  greenish-yellow 
Dissolves  in  nitric  acid,  excepting  the  sulphur. 

Obs. — Found  at  Griinau,  in  Sayn  Altenkirchen,  with  quartz  and  chalcopyrite. 

56.  SPHALERITE  or  BLEXDE.  Galena  inanis,  Germ.  Blende,  Agric,  Interpr..  465,  1546 
Bliinde,  Pseudo-galena,  Zincum  S,  As,  et  Fe  mincralisatum,  W^all.^  Min.,  248,  1747.  Zincum, 
cum  Fe,  S  mineraUsatum  Bergyn.,  Sciagr.,  1782.  Sulphuret  of  zinc.  Zhic  sulfure  Fr.  Zinc- 
Blende.    Sphalcrit  GlocJc.,  Syn.,  17,  1847.    Black-Jack  Engl  Miners. 

Cleiophane  Nidtdl.  Marmatite  (fr.  Marmato)  Bozissingault,  Pogg.,  xvii.  399,  1829.  Przibramite 
Euot,  Min.,  298,  1841.  Marasmohte  Shep.,  Am.  J.  Sci.,  II.  xii.  210,  1851.  Christophit  Breith, 
B.  II.  Ztg.,  xxii.  27.    Rahtite  Shep.,  Am.  J.  Sci.,  II.  xh.  209,  1866. 


Isometric :  tetraliedral,     Ol^served  planes,  0;  /;  1 ; 


3-3,  4-4, 


9-9 


0-0. 


Figs.  3,  29  to  33;  also  73,  Y4.    Cleavage:  cloclecaliedral, 


highly  perfect.  Twins:  composition-face  1,  as  in  f.  75;  also  76,  of  which 
73  is  the  simple  form.   Also  botryoidal,  and  other  imitative  shapes ;  some- 


times hbrons  and  radiated ;  also  massive,  compact 


H.=3-5-4.  G.  =  3-9-4-2.  4-063,  white,  ^s^ew 
Jersey.  Lustre  resinous  to  adamantine.  Color 
brown,  yellow,  black,  red,  green ;  white  or  yellow 
when  pure.  Streak  white — reddish-brown.  Trans- 
parent— translucent.  Fracture  coiiclioidal.  Brit- 
tle. 

Comp.,  Var.— Zn  S=Sulphur  33,  zinc  67  =  100.  But  often 
having  part  of  the  zinc  replaced  by  iron,  and  sometimes  by  cad- 
mium. 

Yar.  1 .  Ordinary.  Containing  little  or  no  iron ;  colors  white 
to  yellowish -brown,  sometimes  black;  G.  =  3-9— 4-).  The  pure 
white  blende  of  Franklin,  K  J.,  is  the  cleiophane  (anal.  5). 

2.  Ferriferous;  Marmatite.  Containing  lu  p.  c.  or  more  of 
iron;  dark-brown  to  black ;  G.  =  3-9— 4-2.  The  proportion  of  sulph id  of  iron  to  sulphid  of  zinc 
varies  from  1:5  to  1:2,  and  the  last  ratio  is  that  of  the  christophite  of  Breithaupt  (1.  c.),  a 
brilliant-black  blende  from  St.  Christophe  mine,  at  Breitenbrunn,  near  Johanngeorgenstadt,  having 
G.=3-9 1—3-923  (1.  c). 

3.  Cadmiferous ;  Przibramite.  The  amount  of  cadmium  present  in  any  blende  thus  far  analyzed 
is  less  than  5  per  cent. 

Each  of  the  above  varieties  may  occur  (a)  in  crystals  ;  (&)  firm,  fibrous,  or  columnar,  at  times 
radiated  or  plumose ;  (c)  cleavable,  massive,  or  foliated ;  {d)  granular,  or  compact  massive. 


SULPIIIDS,  ETC. 


4:9 


The  hrass-ore  {Messingerz  Germ.)  of  early  mineralogists  is  a  mixture  of  blende  and  chalcopyrite. 
Sliepard's  marasmolite  (1.  c.)  is  a  partially  decomposed  blende  containing  some  free  sulphur. 

Analyses:  1.  Arfvedson  (Ac.  H.  Stockh.,  18-22,  438,  Pogg.,  i.  62);  2,  Lowe  (['ogg.,  xxxviii.  161); 
3.  Kersten  (Pogg.,  Ixiii.  132);  4.  C.  Kuhlemann  (ZS.  nat.  Yer.  Halle,  viii.  499);  5,  T.  H.  Henry 
(Phil.  Mag..  IV"i.  23);  6.  J.  L.  Smith  (Am.  J.  Sci.,  II.  xx.  250);  7,  8,  9,  Jackson  (G.  Rep.  K 
Hampshire.' 208) :  10,  Scheerer  (Pogg.,  Ixv.  300);  11,  12.  Bechi  (Am.  J.  Sci.,  II.  xiv.  61);  13, 
Scheerer  (B.  H.  Ztg..  xix.,  Xo.  13);  14,  Heinichen  (B.  H.  Ztg.,  xxii.  27);  15.  Lecanu  (J.  de  Pharm., 
ix.  457);  10,  17,  18,  Berthier  (Ann.  d.  M.,  ix.  419);  19,  20,  Boussmgault  (Pogg.,  xvii.  399): 


Przibram,  fibrous 

Carhithia,  Raibcl,  rh.  yio. 

Clausthal,  Mack 

X.  Jersey,  ichite 

Phenixville.  Pa. 

Eaton,  X.  H..  yioli.  hn. 

Lyman,  X.  H. 

Shelburue,  X.  H. 

Christiania,  fibrous 

Tuscany,  marrnatite 
i.  it 

Titiribi,  X.  G.,  bJch.  hn. 

Christophite,  black 


S 

33-66 
33'15 

32-  10 

33-  04 
3-i-22 
33-82 
33-22 
33-4 

32-  6 

33-  73 

32-  12 

33-  65 
33-82 
33-57 


Zn 
6G-34 
61-40 

64-  22 

65-  39 
67-46 
64-39 
6  .•62 
55-6 

52-  0 

53-  17 
50-90 
4811 

54-  17 
44-67 


15.  Charente 

16.  England,  gray 

17.  Caguhn.  broicn 

18.  Luchon 

19.  Marmato,  Marmaiiie 
2U  " 


Fe  Cd 

   1=100  Arfvedson. 

2-  29  1-50-98-34  Lowe. 

l-:-;2  •  tr.,  Sb  and  Pb  0-72.  H  0-80  =  99-16  Kersten. 

1-18  0-79.  Cu  0-13,  Sb  0-63  =  101-06  Kuhlemann. 

  //-.  =  99-68  Ilenrv. 

  0  98,  Cu  0-32,  Pb  0-78  =  100-29  Smith. 

3-  10  0-6  including  loss  =  100  Jackson. 
8-4  2-o  =  99-7  Jackson, 

10-  0  3-2,  Mn  1-3  =  99-1  Jackson. 

11-  79  ,  Mn  0-74.  Cii  ^r.  =  99-43  Scheerer. 

11-44  1-23,  Fe  S"  0-75  =  96-44  Bechi, 

16-23       //•,.  Cu  /r.  =  97-99  Bechi. 

11-19  0  82,  Mn  0-88=100-88  Scheerer. 

18-25  0-28j  Mn  2-66,  Sn  Zr.=99-43  Heinichen. 

ZnS  FeS 

82-76  13-71  =9tV47  Lecanu. 

91-8  '6-4  =  98-2  Berthier. 

75-  5  17-2  =  92-7  Berthier. 
94-4  5-4=99-.^  Berthier. 
77-5  22-5=100  Boussingault 

76-  8  23-2  =  100  Boussingault. 


The  marrnatite  of  anal.  19  affords  the  formula  3  ZnS-f  FeS  =  77  Zn  S  and  23  FeS;  of  anal.  12,  5 
Zn  S  +  2  FeS ;  another,  of  brown  color,  from  near  Burbach  in  Siegen,  aflbrded  Schnabel  (Pogg., 
cv.  144)  5  ZuS  +  FeS;  Breirhaupt's  christo2)hiie=2  ZnS  +  FeS. 

Pyr.,  etc. — In  the  open  tube  sulphurous  fumes,  and  generally  changes  color.  B.B.  on  char- 
coal, in  R.F.,  some  varieties  give  at  lirst  a  reddish-brown  coating  of  oxyd  of  cadmium,  and  later 
a  coating  of  oxyd  of  zinc,  which  is  yehow  while  hot  and  white  after  cooling.  TVith  cobalt  solution 
the  zinc  coating  gives  a  green  color  when  heated  in  0,F.  Most  varieties,  after  roasting,  give 
•with  bornx  a  reaction  for  iron.  With  soda  on  charcoal  in  R.F.  a  strong  green  zinc  flame.  Diffi- 
cultly fusible. 

Dissolves  in  muriatic  acid,  during  which  sulphuretted  hydrogen  is  disengaged.  Some  specimens 
phosphoresce  when  struck  -with  a  steel  or  by  friction. 

Obs. — Occurs  in  both  crystalhne  and  sedimentary  rocks,  and  is  usually  associated  with  galena  ; 
also  -with  barite.  chalcopyrite.  fluorite,  siderite,  and  frequently  in  silver  mines. 

Derbyshire.  Cumbe-\aud.  and  Cornwah,  aftbrd  different  varieties;  also  Transylvania;  Hungary; 
the  Harz ;  Sahla  in  Sweden  ;  Ratieborzitz  in  Bohemia ;  many  Saxon  localities.  Splendid  crystals 
are  found  in  Binnenthal.  A  variety  having  a  divergent  fibrous  structure  and  prf^senting  botry- 
oidal  forms  is  met  with  in  Cornwall ;  at  Raibel :  and  at  GeroLlseck  in  Baden. 

Abounds  with  the  lead  ore  of  Missouri,  "U'isconsin.  Iowa,  and  Illinois.  In  K.  York,  SuUivan 
Co..  near  'Wurtzboro',  it  cons:;itutes  a  large  part  of  a  lead  vein  in  millstoriC  gTit,  and  is  occasionally 
in  octahedrons ;  in  St.  La-wrence  Co.,  brown  blende  occurs  at  Cooper's  falls,  in  a  vein  of  carbonate 
of  lime ;  at  Mineral  Point  with  galena,  and  in  Fowler,  on  the  farm  of  Mr.  Belmont,  in  a  vein  with 
iron  and  copper  pyrites  traversing  serpentine;  at  the  Ancram  lead  mine  in  Columbia  Co.,  of 
yellow  and  brown  colors ;  in  limestone  at  Lockport  and  other  places,  in  honey  and  wax-yellow 
crystals  often  transparent :  -with  galena  on  Flat  Creek,  two  miles  south-west  of  Spraker's  Basin. 
In  Mms.,  at  Sterling  of  a  cherry-red  color,  with  galena ;  also  yellowish-brown  at  the  Southampton 
lead  mines ;  at  Hatflald,  with  galena.  In  fJarnp.,  at  the  Eaton  lead  mine  ;  at  Warren,  a  large 
vein  of  black  blende.  In  Maine^  at  the  L'abec  lead  mines ;  also  at  Bingham,  Dexter,  and  Parsons- 
field.  In  Coan..  yellowish-green  at  Brookfield;  at  Berhn,  of  a  yellow  color;  brownish-black  at 
Roxbury,  and  yellowish-brown  at  Lane's  mine,  Monroe.  In  X.  Jersey,  a  lohite  variety  (deiophaue 
of  Xuttull)  at  Franklin.  In  Penn.,  at  the  Wheatley  and  Perkiomen  lead  mines,  in  handsome 
crysiaUizations ;  near  Fri3densville,  Lehigh  Co..  a  white  waxy  var.  In  Virginia,  at  Walton's 
gold  mine,  Louisa  Co.,  and  more  abundantly  at  Austin's  lead  mines,  Wythe  Co,  whe;e  it  occurs 
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crystallized,  or  in  radiated  crystallizations.  In  MkTiigan,  at  Prince  vein,  Lake  ^^uperior,  abundant 
In  lUinois,  near  Rosiclare,  with  galenite  and  calcite;  at  Marsden's  diggings,  near  Galena,  in 
stalactites,  some  6  in.  or  more  through,  and  covered  with  cryst.  pyrite,  and  galenite.  In  Wisconsin, 
at  Mineral  Point,  in  fine  crystals,  and  many  of  large  size  (3  in.  through,  or  so),  altered  to  smith- 
sonite.    In  Ttnnesse^.  at  Haysboro',  near  Xashville. 

Xamed  blende  because,  while  often  resembling  galena,  it  yielded  no  lead,  the  word  in  German 
meaning  blind  or  deceiving.    Sphalerite  is  from  -<i  .A  o..,  treacherous. 

Alt.— Blende  by  oxydation  changes  to  zinc  vitriol.  Calamine  (2n^  Si  +  lj  H),  smithsonite  (2u 
(V).  and  limonite  occur  as  pseudomorphs.  The  sulphate  is  decomposed  by  bi-carbonate  of  lime, 
producing  smithsonite ;  and  the  alkaline  silicates  in  solution,  acting  on  the  sulphate  or  carbonate, 
afford  silicate  of  zinc. 

Artif. — Blende  may  be  made  in  crystals  from  a  solution  of  sulphate  containing  some  putrifying 
animal  matter ;  in  an  experiment  by  Gages,  using  oysters  for  the  animal  matter,  the  shells  were 
tunied  partly  into  carbonate  of  zinc  and  selenite,  and  some  blende  incrusted  them.  Also  may  be 
made  by  subjecting  heated  oxyd  or  silicate  of  zinc  to  vapors  of  sulphur. 

Bahtite  of  Shepard  (1.  c.)  is  a  wholly  uncrystalhne  blende,  with  G.=:4-128,  containing  iron  and 
copper,  and  probably  a  mere  mixture  of  blende  and  other  minerals.  Shepard  says  that  it  occurs 
in  the  upper  decomposed  portion  of  the  Ducktown  copper  lode,  associated  vrith.  melaconite  and 
various  mixtures  of  chalcopyrite,  redruthite,"  etc.  The  specimen  analyzed  by  Mr.  Tyler  for  Prof. 
Shepard  was  iron-black,  while  Shepard  says  that  the  mineral  is  •'  dark  lead-gray,  with  a  tinge  of 
blue,  not  unlike  some  of  the  ores  of  antimony."  Tyler  obtained  (1.  c.)  for  the  composition  of  his 
specimea  S  33-36,  Zn  47 -SG.  Fe  6-18.  Cn  14-0!),  giving  approximately  10  S.  T  Zn,  1  Fe.  2  Cu.  and 
equivalent  to  T  Za  S  +  Fe  S--f-t^u  S,  or  7  of  blende,  with  1  pyrite  and  1  chalcocite  (redruthite). 
Since  <7U  (not  replaces  Fe  and  the  related  metals  in  the  sulphids.  the  formula  cannot  be  (Zn, 
Fe,  Cu)  S,  or  that  of  a  cupreous  blende. 

57.  VOLTZITE.    Toltzine  Fournet.  Ann.  d.  M..  III.  iii.  519,  1 833.  Oxysulphuret  of  Zinc.  Leber- 
blende  Breith.,  J.  pr.  Ch.,  xv.  1838,  B.  H.  Ztg.,  xxii.  26.    Yoltzit  Ramm.,  Handw.,  260,  1841. 

Tn  implanted  spherical  globules  ;  stractiire  thin  curved  lamellar. 

H.=:4: — (7-.  =  3 '66  — 3 "SI.  Lustre  vitreous  to  greasy  ;  or  pearly  on 
a  cleavage  surface.  Color  dirty  rose-red,  yellowish,  bro\Miish.  Opaque  or 
subtranslucent. 

Var.— G.  =  3-6G  fr.  Rosieres,  Fournet;  3-691  fr.  Geyer;  3-711  fr.  Marienberg;  3-777  fr.  Corn- 
wall ;  3*804  fr.  Johanugeorgenstadt. 

Comp. — 4  Zn  S-rZn  0  =  Sulphid  of  zinc  82-73,  oxyd  of  zinc  17-27  =  100.  Analyses:  1,  Four- 
net  (1.  c);  2.  Lindaker  (Yogi's  Min.  Joach.,  175i: 

1.  Ro?i-res  Zn  S  82'92  Zn  0  15  34  3Pe  1-84  Resinous  subst.  ^?-.  =  l()0-10  Fournet. 

2.  Joachimsthal  82-75  17^25  =  100  Lindaker. 

Pyr.,  etc. — B.B.  like  blende.    In  muriatic  acid  affords  fumes  of  sulphuretted  hydrogen. 

Obs, — Occurs  at  Rosieres,  near  Pont  Gibaud,  in  Puy  de  Dome ;  Elias  mine  near  Joachimsthal, 
with  galenite,  blende,  native  bismuth,  etc.;  near  Marienberg  (the  leberblende) ;  Hochmuth  near 
G^yer;  CornwaU,  probably  at  Redruth;  at  Bernkastel  on  the  Mosel,  in  pseudomorphs  after 
quartz. 

Named  after  the  French  mining  engineer,  Yoltz. 

The  supposed  artiUcial  voltzite  from  the  Freiberg  smelting- works  has  been  shown  to  be 
blende. 

58.  HESSITE.    Tellursilber  G.  Bose,  Pogg.,  xviii.  64,  1830.    Savodiuskite  Huot,  lliu.,  i.  187, 
1841.    Telluric  Silver.    Hessit  Frobel,  Grundz.  Syst.  Kryst,  49,  1843. 

Ortliorhombic,  and  resembhng  chalcocite,  Tvenngott,  Peters.  Occurring 
phines  0^  L  i-~L^  i\  m-l,  i-n,  and  others.  Cleavage  indistinct.  Massive ; 
compact  or  iine-grained ;  rarely  coarse-granular. 

H.=i2— 3-5.  "G.=S-3— 8*6.  Lustre  metallic.  Color  between  lead-gray 
and  steel-gray.    Sectile.    Fracture  even. 

Comp. — Ag  Te=Tellurium  37*2,  silver  62-8  =  100.    Silver  sometimes  replaced  in  part  by  gold. 
Analvses:  1,  2.  G.  Rose  (Pogg.,  xviii.  64);  3,  Petz  (ib.,  Ivii.  647);  4,  Rammelsberg  (4th  Suppl., 
220): 
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1.  Savodinski,  Altai  Te  36-06  Ag  (52-42  Fe  0-24=99-62  Rose. 

2.  "  G.  =  8-41-8-o65    36-89       62-32         0-50  =  99-T1  Rose. 

o.  Nag-yag  G.  =  8-31  — S-45    [37-76]      61-55,  Au  0-69,  Fe.  Pb,  S,  ^r.  =  100  Petz. 

4.  Retzbanya  27-96       54*67  Foreign  substances  15-25^97-88  Ramm 

Pyr. — In  the  open  tube  a  faint  white  sublimate  of  tellurous  acid,  which  B.B.  fuses  to  colorless 
globules.  On  charcoal  fuses  to  a  black  globule ;  this  treated  in  R.F.  presents  on  cooliug  white 
dendritic  points  of  silver  on  its  surface;  with  soda  gives  a  globule  of  silver. 

Obs. — Occurs  in  the  Savodinski  mine,  about  1(3  versts  from  the  rich  silver  mine  of  Zirianovski, 
in  the  Altai,  in  Siberia,  in  a  talcose  rock,  with  pyrite.  black  blende,  and  chalcop3'rite.  Specimens 
in  the  museum  of  Barnaul,  on  the  Ob,  are  a  cubic  foot  in  size.  Also  found  at  Xagyag  in  Transyl- 
vania, and  at  Retzbanya  in  Hungar}- ;  Stanislaus  mine.  Calaveras  Co.,  Cal. 

Kenngott  examined  crystals  from  Xagyag,  and  Peters,  from  Retzbanya.  Hess  made  the  Altai 
mineral  rhombohedral.  which  Kokscharof  does  not  sustain. 

58 A.  Petziie.  (TellursUber  Pelz,  Pogg.,  Ivii.  470;  Tellurgoldsilber  Rav.sm.,  Handb..  1847. 
Petz.it  Haid..  Handb.,  1845.)  Differs  from  hessite  in  gold  replacing  much  of  the  silver.  H.=2-5. 
0.  =  8-7 2  — 8-83.  Petz;  9  —  9-4,  Kiistel.  Color  between  steel-gray  and  iron-black,  sometimes  with 
pavonine  tarnish.  Streak  iron-black.  Brittle.  Composition  An  Te-L-4^  Ag  Te.  Petz  :  AuTe  +  3 
AgTe,  G-enth.  Analyses:  1,  Petz  (1.  c);  2-4,  Genth  (Am.  J.  Sci.,  n.'xlvr31u);  5,  Kiistel  (ib., 
B.  H.  Ztg.,  1866,  128j  : 

1.  Xagyag  Te  [34-9S]    Ag  46-76    Au  18-26.  Fe,  Pb,  S  /r.  =  100  Petz. 

2.  Stanislaus  mine     (|)  [32-23J         42-14         25-63  =  100  Genth. 

3.  Golden  Rule  mine       32-68  41-'<6         25-60  =  100-14  Genth. 

4.  "  "  [34-16]         40-87         24  97  =  1  Go  Genth. 

5.  Stanislaus  mine  35-40?        40-60         24-80  =  100-80  KiisteL 

Occurs  at  the  localities  stated,  with  other  ores  of  tellurium. 


59.  DALEMINZITE.    Daleminzit  Brdth.,  B.  H.  Ztg.,  sxi.  98,  1862,  xxii.  44,  1863. 

Orthorbombic,  and  isomorpbous  witb  cbalcocite  :  I  ^  Occur- 
ring planes  0,  /,       2-2,  l-J. 

H.=: 2-2-5.  G.  =  T-044-7-0tl:9.  Pbysical  cbaracters  lil^e  tbose  of  argentite. 

Comp. — Ag  S,  or  same  as  for  argentite,  it  being  the  same  chemical  compound  under  an 
orthorliombic  form. 
Pyr. — Same  as  for  argentite. 

Obs. — From  the  Himmelfahrt  mine  near  Freiberg.    Much  resembles  stephanite. 
Named  from  Dalminzien,  the  ancient  name  of  Freiberg. 

Akanthite  is  also  orthorhombic  sulphid  of  silver,  but  of  very  different  »ngles. 


60.  ACANTHITE.    Akanthit  Kenng.,  Pogg.,  xcv.  462,  1855. 

Ortborbombic.    7  A  7=110°  54^ ;  6>  A  l-z=:12i°  42' ;  a 
1  •  1  •1.523.    Observed  pb^nes:  as  in  f.  77,  witb  also  vertical  i-2 


2  ^ 


OM 


0  A  1-1=135"  10' 


S-z  ? ;  octabedral,  ^,  J , 
1-2,  H  ¥-9-^  (Dauber). 
,  ^  .xx  =  119°42';  6>  A  1-2  =  140° 
40',  i-i  A  2-2=138°  33',  i-i  A  7=124°  33',  1  A  1,  over 
1-1  =  88°  3'  (obs.)  1  A  1-7=150°  31'  (obs.)  1  A  7  = 
140°  18',  1-7  Afz=145°  18',  1-7  A  1-7,  over  ^-7,  =  110° 
36'.  Twins  :  composition  parallel  to  1-7.  Crystals 
iisnallv  slender-pointed  prisms.  Cleavao^e  indistinct. 

H.=2-5  or  nnder.  G.=7-16-7-33  ;  7'16-7-236, 
from  Freiberg;  7*188  — 7-326  from  Joacbinistbal. 
Lustre  metallic.  Color  iron-black  or  like  argentite. 
Fracture  uneven,  giving  a  sinning  surface.  JSectile. 

Comp. — Ag  S.  or  hke  argentite.  P.  TVeselsky  obtained  (.J.  pr. 
Gil.,  Ixxxi.  487)  from  a  Freiberg  specimen  86-7l"^SLlver,  12-70  sul- 
phur; from  a  Joachimsthal  specimen,  87-4  silver. 

Pyr.— Same  as  for  argentite. 


Freibero-. 


52 


SFLPHIDS,  ETC. 


Obs. — At  Joachimsthal,  with  pyrite,  argentite,  and  calcite,  usually  on  quartz;  also  at  the  Him- 
melfurst  mine,  near  Freiberg  in  Saxony,  along  with  argentite  and  stephanite.  The  crystals  are 
parallel  with  those  of  stromeyerite  when  l-i  is  made  /;  in  that  case  I A  /=110°  36',  and  I-l  A  1-i 
=  89'  40';  while  in  stromeyerite  these  angles  are  119''  35'  and  i-i  A  14=91°  44';  and  twins  are 
compounded  parallel  to  /  in  each.  On  cryst,  see  H.  Dauber,  Ber.  Ak,  AVieu.  xxxix.  685.  The 
prisms  l-t,  and  /,  correspond  nearly  in  angle  to  the  twining  form  ^-i  of  chalcoeite. 

The  ore  analyzed  by  W.  J,  Taylor,  and  referred  by  him  to  stromeyerite,  may  belong  to  acan- 
thite,  as  suggested  by  Kenugott ;  but  this  can  be  made  certain  only  by  ascertaining  its  crystal- 
Uue  form. 

61.  CHALCOCITE.  ^s  rude  plumbei  coloris  pt..  Germ.  Kupferglaserz,  Agric,  Interpr.,  461, 
1546.  Koppar-Glas  pt.  Cuprum  vitreum,  Wall,  282,  1747.  Cuivre  vitreux  Fr.  Trl  Wall.,  i. 
509,  1753.  Kopparmalm,  Cuprum  sulphure  mineralisatum  pt.,  Cronst,  174,  1758.  Vitreous 
Copper,  Sulphuret  of  Copper.  Cuivre  sulfure  Fr.  Kupferglanz  Germ.  Copper  Glance.  Chal- 
cosine  Beud.,  Tr.,  ii.  408,  1832.  Cyprit  GlocL,  Syn.,  1847.  Redruthite  Nicol,  Min.,  1849. 
Kuprein  Breith.,  B.  H.  Ztg.,  xxii.  35,  1863. 

Digenit  Breiih.,  Pogg.,  h:i.  673,  1844.    Carmenite  R.  Eahn,  B.  H.  Ztg.,  xxiv.  86,  1865. 

Oi-tliorhombic.    7  A  7=119°  35',  0  A  1-2=120°  57' ;  a  :  h  :  c=l-66T6  : 
1  :  1*7176.    Observed  planes:  0 ;  vertical,  7,  i-i^  it,  ^-f,  i-B;  domes,  2-1, 
l-I,       ^-i ;  octahedral^     i,  1.  4. 

0  A  i=147^  16'      0  a' 1-2=117°  6'       OA  1-2=135°  52' 
•  6'A^=136   2i-        6^  A  2-2=117   16     ^'-5  A  f  5  =  120  25 
6»  A  1  =  117  21       6>AfI=121  30       1  A  1,  mac.,=126  56|- 


78  79  80 


Bristol,  Ct.  Bristol,  Ct.  Bristol,  Ct. 


Cleavage  :  7,  indistinct.  Twins :  (1)  composition-face  7",  producing  hex- 
agonal, or  stellate  forms  (left  half  of  f.  80) ;  (2)  composition-face  ^-l,  a  cruci- 
form twin  (f.  80),  crossing  at  angles  of  111°  and  69° ;  (3)  (f.  81),  a  cruciform 
twin,  having  0  and  Z of  one  crystal  parallel  respectively  to  i-l  and  0  of  the 
other  ;  (4)  c.-face  ^.  Also  massive,  structure  granular,  or  compact  and  im- 
palpable. 

H.=2-5— 3.  G.  =  5'5  — 5-8;  5*7022  Thomson.  Lustre  metallic.  Color 
and  streak  blackish  lead-gray ;  often  tarnished  blue  or  green ;  streak  some- 
times shimng.    Fracture  conchoidal. 

Comp. — ^u  S  =  Sulphur  20-2.  copper  79*8  =  100.  Analyses:  1,  Ullmann  (Syst.  tab.  Uebeib., 
243);  2,  S,  Scheerer  (Pogg.,  Ixv.  290);  4,  Schnabel  (Ramm.  4th  Supp.,  121);  5,  C.  Bechi  (Am.  J. 
Sci.,  II.  xiv'.  61);  6,  7,  Wilczynsky  (Ramm.,  5th  SuppL,  151,  and  Min.  Ch.,  997);  8,  P.  Collier 
(private  contrib.) : 

S  Cu  Fe 

1.  Siegen  19-00       79-50       0-75,  Si  1-00  =  100  25  UUmann 

2.  TeUemark,  Norway,  G.=5-795    20-43       77*76      0-91=99-10  Scheerer. 
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S  Cu  re 

8.  Tellemark,  JSTorway,  G.  =  5-521  20-36  79-12  0-28=:99-76  Scheerer. 

4.  Siegen,  mossive  21-50  74-73  1-26,  Si  2-00  =  9^49  Schnabel. 

5.  Mt.  Catini  20-50  7*'.-54  1 -75  =  98-79  Bechi. 

0.  Chili  21-81  74-71  3'33  =  9y-85  Wilczynsky. 

7.  Montagone,  Tuscany  21-90  71-31  6-4'.)  =  '.) 9 -70  Rainaielsberg. 

8.  Bristol,  Ct.  20-26  79-42  0  33,  Ag  O'l  1  =  100-12  Collier. 

Pyr.j  etc.— Yields  nothing  volatile  in  the  closed  tube.  In  the  open  tube  gives  o^f  sulphurous 
fumes  B.B.  ou  charcoal  melts  to  a  globule,  which  boils  with  spirting ;  with  soda  is  reduced  to 
metallic  copper.    >  oluble  in  nitric  acid. 

Ohi. — Corawall  arTords  splendid  crystals  wliere  it  occurs  in  veins  and  beds  with  other  ores  of 
copper,  and  especially  near  6t.  Just.  It  occurs  also  at  Fassnetburn  in  Haddingtonshire,  in  Ayr- 
shire, and  in  Fair  Island,  Scotland.  The  compact  and  massive  varieties  occur  in  Siberia,  Hesse, 
Saxorjj^,  the  Bannat,  etc.;  Mt.  Catini  mines  in  Tuscany;  Mexico,  Peru,  Bohvia,  ChiU.  Near 
Angina,  Tuscany,  a  crystal  has  been  obtained,  weighing  half  a  pound. 

In  the  United  States,  compact  varieties  occur  in  the  red  sandstone  formation  at  Simsbnry  and 
Cheshire,  Conn. ;  also  at  Schuyler's  mines,  N.  J.  Bristol,  Conn.,  affords  large  and  brilliant 
crystals,  f.  7'.)-81  ;  tig.  80,  a  crystal,  with  its  strire  and  irregularities,  compounded  by  two 
dilfereut  methods.  Another  crystal  has  a  small  octahedral  plane  situated  ol:>liquely  upon  the 
intersection  of  1,  i,  and  adjoining  the  bracliydiagonal  section,  which  is  probably  the  plane  5-2. 
2-1  A  2-1  in  the  Bristol  crystals  =  125°  43'.  In  Virginia,  in  the  United  States  copper  mine  district, 
Blue  Ridge,  Orange  Co.  Between  Newmarket  and  Taneytown,  Maryland,  east  of  the  Monocacey, 
with  chalcopyrite.  In  Arizona,  near  La  Paz ;  in  N.  W.  Sonora.  In  Nevada,  in  Washoe,  Hum- 
boldt, ChurchiU  and  Nye  Cos. 

The  Argent  en  epis  or  Cuivre  spiciforme  of  Haiiy,  which  is  merely  vegetable  matter  impregnated 
with  this  ore,  occurs  at  Frankenberg  in  Hessia,  and  also  Mahoopeny,  Penn. 

Under  the  name  Cupreine^  Breithaupt  separates  the  larger  part  of  the  specimens,  referred  to 
clialcocite,  on  the  ground  alleged  that  they  are  hexagonal  instead  of  orthorhombic,  and  have  a  lower 
specific  gravity.  He  gives  for  the  angle  between  the  base  and  a  pyramidal  face  117  "  53'  approxi- 
mately, and  Gi-.  =  5-5  — 5-586  of  the  mineral  from  12  different  localities.  He  ci^es  Scheercr's  tv.'O 
analyses  above  of  the  TeUemark  mineral.  Other  localities  mentioned  are  Kongsberg  in  Norway; 
near  Freiberg,  Sadisdorf,  Deutsch-Neudorf,  in  Saxony;  Schmiedeberg  in  Silesia;  iiettstedt  and 
Sangerhausen  in  Thuringia;  near  Siegen  ;  Mt.  Catini  in  Tuscany ;  Bosgolovsk  in  Siberia;  Karga- 
liusk  Steppes  in  Orenberg;  Cornwall;  Eleonora  and  Ulrique  in  Mexico;  West  Coast  of  Africa. 
Breithaupt  is  certainly  in  error  with  regard  to  the  Cornwall  mineral,  as  the  measurements  of 
Phillips  and  others,  and  recently  of  Maskelyne  (in  a  letter  to  the  author  ),  conclusively  prove ;  and 
probably  in  error  throughout. 

Beudant's  name,  chalcosine,  has  priority.  We  change  the  termination  ine,  which  ought  to  be 
out  of  the  science,  and  s\ibstitute  c  for  s.  Chalcite  {xa'XKiTu  in  Greek),  Aristotle's  name  for  the 
common  ore  of  Cyprus,  cannot  be  employed  in  modern  mineralogy,  because  it  has  the  same  pro- 
nuneiation  with  caicite.  But  with  the  added  syllable,  used  above,  this  objection  does  not  hold, 
i^  oreover,  the  word  thus  altered  does  not  imply  an  identity  of  the  species  with  that  of  Cyprus, 
about  which  there  is  yet  much  doubt. 

Alt. — Occurs  altered  to  chalcopyrite,  bornite,  covellite,  melaconite. 

Specimens  are  often  penetrated  with  the  covellite,  or  indigo-copper,  resulting  from  the  altera- 
tion. (A)  Digenite  of  Breithaupt  (1.  c.)  is  probably  a  mineral  of  this  kind.  Plattner  obtained  B.B., 
7u-2  of  copper  and  0-24  of  silver,  whence  the  formula  -Cu  S  +  2  -Cu  malting  it  a  compound  of 
1  clialcocite +  2  coveflite.  Localities  mentioned  are  Sangerhausen  in  Thuringia;  Szaska  iu  Tran- 
sylvania; in  the  Grovernment  of  Orenburg;  Flatten  in  Bohemia;  Angola,  W.  Coast  of  Africa; 
(  hili,  with  cuproplunabite. 

(B)  Carmeniie  of  Hahn  (1.  c).  from  Carmen  island,  in  the  Gulf  of  California,  approaches  digenite- 
It  is  an  iLupure  chalcocite.  ct)ntaining  visibl}',  as  the  author  finds  after  personal  examination,  much 
covellite.  Hahn  analyzed  the  mass  by  first  separating  into  two  parts,  one  soluble  in  muriatic 
acid,  and  the  other  not ;  and  the  former  was  then  analyzed,  and  the  composition  obtained  given  as 
that  of  carmenite;  it  was  S  iiG-22,  Sb  0-d7,  Cti  71-30,  Fe  .-27,  Ag  0-05,  gangue  0-77  =  100-6d, 
corresponding  to  1  chalcocite  +  1  covelhte. 

(C)  Haukisite  of  fehepard  (Rep.  on  Canton  Mine^  cited  in  Am.  J.  Sci.,  II.  xxii.  256  and  Pra;: 
Am.  J.  Sci.  II.  xxiii.  40.' j,  from  l  anton  mme,  Georgia,  and  later  found  at  the  Poll\  Co.  copper 
mines  in  East  Tennessee,  is  chalcocite  with  the  cleavage  of  galena,  and,  as  Genth  lias  proved,  ia 
pseudomorphous  after  galena.  Genth's  many  analyses  of  the  Tennessee  mineral  (Am.  J.  Sei.  II. 
xxxiii.  194)  show  a  variation  in  composition  from  that  of  chalcocite  to  that  of  a  mixture  with  27 
p.  c.  of  galena.  Unaltered  galena  has  been  observed  within  crystals  of  harrisite  both  at  the 
Georgia  and  Tennessee  localities.  Its  color  is  dark  lead-gray  and  bluish-black.  As  Genth 
observes,  it  is  related  to  the  so-called  cujJivplumbiU  (p.  42). 
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Artif. — The  double  sulphate  of  copper  and  iron,  in  carbonated  water  containing  putrescible 
animal  matter,  afforded  Gages  malachite,  selenite,  and  some  chaleocite. 

62.  STROMEYERITE.  Silberkupferglanz  Hawsm.  &  Strom.,  G-el  Anz.  Gott.,  ii.  1249,  1816 
Argent  et  cuivre  sulfure  Bournon,  Cat.,  212,  1817.  Sulphuret  of  Silver  and  Copper.  Argentif 
erous  Sulphuret  of  Copper.  Cuivre  sulfure  argentifere  Fr.  Stromeycrine  Beud.,  Tr.,  ii.  410, 
1832.    Stromeyerite  Shep.,  ii.  211,  1835. 

Orthorliombic  :  isomorphous  with  clialcocite.  Za/— 119°o5^  Observed 


5  "2" 


planes  0, 
compact. 

H.  =  2-5-3. 
Streak  shining. 


0  A  f  Z: 


G.  =  6-2— 6-3.  Lustre  metallic. 
Fracture  subconclioidal. 


155°  7^    Also  massive. 


Color  dark  steel-gray. 


Comp.— (Ag -Gu)  S,  or  Ag  S  +  ^u  S=Sulphurl5-8,  silver  53'1,  copper  31-1=100.  Analyses:  1, 
W.  J.  Taylor  (Proc.  Ac.  Philad.,  Nov.,  1859) ;  2,  Stromeyer  (Schw.  J.,  xix.  325) ;  3,  Sander  (Fogg., 
xl.  313);  4—7,  Domeyko  (Ann.  d.  M.,  lY.  iii.  9);  8,  9,  P.  CoUier  (private  contrib.) : 


1.  Copiapo 

2.  Schlaugenberg,  Siberia 

3.  Rudelstadt,  SUesia 

4.  S.  Pedro,  Chili 

5.  Catemo,  " 


8.  Arizona 


9. 


S  Ag  Cu  Fe 

16-  35  69-59  11-12  2-86  =  99-92  Taylor. 
15-782  52-272  30-478  0-333  =  98-865  Stromeyer. 
15-92  52-71  30-95  0-24=99-82  Sander. 

17-  83  28-79  53-38   =100  Domeyko. 

19-  93  24-04  53-94  2-09  =  100  Domeyko. 

20-  53  16-58  60  58  2-31  =  100  Domeyko. 

21-  41  12-08  63-98  2-53  =  100  Domevko. 

19-44  14-05  64-02  0*48,  Hg  1-30=99*29  Collier. 

19-41      7-42  72-73  0-33  =  99-89  Collier. 


Domeyko's  analyses  indicate  a  large  proportion  of  the  copper  sulphid.  No.  4  containing,  along 
wilh  Ag  S,  as  Rammelsberg  shows  (Min.  Chem.,  54),  9  ^u  S ;  5,  6  -^u  S ;  6,  4  -Cu  S ;  7,  3  -Ou  b 
Taylors  analysis  corresponds  to  (Ag,  -Gu,  Fe)  S. 

Pyr.,  etc. — Fuses,  but  gives  no  sublimate  in  the  closed  tube.  In  the  open  tube  sulphurous 
fumes.  B.B.  on  charcoal  in  O.F.  fuses  to  a  semi-malleable  globule,  which,  treated  with  the  fluxes, 
reacts  strongly  for  copper,  and  cupelled  with  lead  gives  a  silver  globule.    Soluble  in  nitric  acid. 

Obs.— Found  associated  with  chalcopyrite  at  Schlaugenberg.  near  Kolyvan  in  Siberia;  at  Ru- 
delstadt,  Silesia ;  also  in  Chili ;  at  Combavalla  in  Peru  ;  at  Heintzelraan  mine  in  Arizona. 

Named  after  Stromeyer,  by  whom  the  mineral  was  first  analyzed  and  estabhshed. 


63.  STERNBERGITE.  Haid.,  Trans.  Roy.  Soc,  Ed.,  1827,  and  Brewst.  J.,  vii.  242. 

Orthorhombic.  Ja  7=119°  30^,  0  A  l-^=:12d^°  49^ 
B.  &  M. ;  a:  ^  :^?=l-4:379  :  1  :  1-7145.  0  M  = 
121°,  6>  A  2  =  106°  43',  6>A2-^=120°  48^  Stri^ 
of  0  macrodiagonal,  of  sides  horizontal.  Cleavage  : 
basal  highly  eminent.  Commonly  in  implanted  crystals,  forming  rose-like 
or  fan-like  aggregations.    Sometimes  compound  parallel  to  I. 

H.  =  1  —  1*5.  (.T.=4-215.  Lustre  of  6^  brightly  metallic.  Color  pinch- 
beck-brown, occasionally  a  violet-blue  tarnish  on  1  and  2.  Streak  black. 
Opaque.  Thin  laminae  flexible  ;  may  be  smoothed  down  by  the  nail  when 
bent,  like  tin  foil.    Leaves  traces  on  paper  like  plumbago. 


Comp.— Ag  S  +  3  Fe  S  +  Fe  S'^=4  (i  Ag  +  f  Fe)  S  +  Fe  S' 
=  ]  00.  Ratio  of  sulphur,  iron,  and  silver  more  exactly  6  : 4 
690) : 

Sulphur  30-0       Silver  33*2       Iron  36-0 


rSulphur  30-4,  silver  34'2,  iron  35-4 
1.    Analysis  by  Zippe  (l^ogg.,  xxvii. 

:99-2. 


Pyr.,  etc. — In  the  open  tube  sulphurous  fumes.  B.B.  on  charcoal  gives  off  sulphur  and  fuses 
to  a  magnetic  globule,  the  surface  of  which  shows  separated  metallic  silver.    The  washed  min- 
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eval,  treated  with  the  fluxes,  gives  reaction  for  iron;  on  charcoal  yields  a  globule  of  metalhc  silver 
Soluble  in  aqua-rcgia  witli  separation  of  sulphur  and  chlorid  of  sliver. 

Obs.— Occurs  with  ores  of  silver,  particularly  pyrargyrite  and  stephanite,  at  Joachimsthal  m 
Eohcuiia,  and  Joliaungeorgenstadt  in  Saxony.    Xamed  after  Count  Casper  Sternloerg  of  Prague. 

The  Fle.c/hhj  s, /,■,'/•  ,>re.  (Arr/ent  sidfare  Jiexible  Bourn.,  Bief/samer  Sdberglanz)  from  Himmelsf  iirst 
mine,  near  Frcilx  rg,  is  referred  here.  According  to  Brooke  &  Miller  the  figure  by  Phillips  is  a 
di'srorted  fi;^ure  of  argcntitc. 

The  angles  of  stcniljci-gite,  above  given,  are  from  very  perfect  crystals  in  Mr.  Brooke's  collec- 
tion, which  wvve  formerly  in  tlio  possession  of  Count  Bournon  (B.  &  M.,  p.  ISO).  The  plane  2"l\s 
on  the  edge  of  0  Ai-l ;  and  besides  tiiis,  there  is  another  10-t,  represented  by  these  authors,  with 
also  the  macrodome  6-7,  and  the  pyramid  2-2. 


64.  CINNABAR.  Kn-nJ^apt^  (fr.  Spain)  Theophr.  "Aiiumv  Dioscor.  Minium  Vttruv.,  Pirn.  Minium 
nativum,  (?erm.  Bergzinober,  Agric,  Interpr.,  466,  1546.  Cinnabar;  Sulphuret  of  Mercury. 
Zinnober,  Schwefelquecksilber,  Merkur-Blende,  Germ. 

Khomboliedral.   ^A^=92°  36',  ^  A  6>=127°  6' ;  ^^=1-14:48.  Observed 
planes  :  rliomboliedrons,  i,  i,  |,  f ,  i,  f ,  4,  ^,  ^     i^^  2,  V,  ^,  ^, 
-4,  -2,        -Jv,  -f ,  — I,  -i,  -J ;  pyramids,  22,  62 ;  scalenohedron  -L' 


and  also  0,  I.    Also  granular,  massive ;  sometimes  forming  snperlicial 


coatmgs. 


6>A  1 

6>Af=138 
6>A4  =  133 
6>A2=rllO 
Oa2^  71 


146°  32' 
36 
24 
43 
48 


4  A4=101°  58' 
fAf=110  6 
Oa  I=:  90 
/A/r=120 


83 


Cleavage :  /,  very  perfect.    Twins :  composition- 
Pace  O. 

H.=:2-2.5.  G.  =  8-998,  a  cleavable  variety  from 
N^eiimarktel.  Lustre  adamantine,  inclining  to  metal- 
lic when  dark  colored,  and  to  dull  in  friable  varieties. 
Color  cochineal-red,  often  inclining  to  brownish-red 
and  lead-gray.  Streak  scarlet,  subtransparent,  opaque.  Fracture  sul)con- 
choidal,  uneven.  Sectile.  Polarization  circular.  Ordinary  refraction  2-854, 
extraordinary  3 "201,  Descl. 

Var. — 1.  Ordinary :  either  (a)  crystallized ;  (b)  massive^  granular,  or  compact ;  bright  red  to 
reddish-brown  in  color;  (c)  ear</i?/ and  bright  red. 

2.  Hepatic  (Quecksilberlebererz  and  Quecksilberbranderz,  Germ.^  Inflammable  cinnabar),  of  a 
liver-brown  color,  with  sometimes  a  brownish  streak,  occasionally  slaty  in  structure,  though  com- 
monly granular  or  compact.  Cinnabar  mixed  with  an  organic  substance  called  idrialine  (q.  v.) 
occurs  at  Idria. 

The  corallinerz  of  Idria  is  a  curved  lamellar  variety  of  hepatic  cinnabar. 

Comp. — Hg  S  (or  Hg*  S^  =  Sulphur  13-8,  quicksilver  86-2  =  100,  Sometimes  impure  from 
clay,  oxyd  of  iron,  bitumen.  Analyses  :  1,  2,  Klaprotli  (Beitr.,  iv.  14);  3,  John  (John's  Ch.  Unt., 
i.  2"^52);  4,  5,  Schnabel  (Ramm.,  4th  SuppL,  269j;  6,  A.  Bealev  (J.  Ch.  Soc,  iv.j;  7,  Klaproth 
(Beitr.,  iv.  24) ; 

Hg 

85'UG  =  99-25  Klaproth. 
84-50  =  99-25  Klaproth. 

'I8-4,  Pe  1-7,  Al  0-7,  Ca  1-3,  Mu  0-2  =  100  John. 
86-79=  100-46  Schnabel 
84-55,  gangue  l-02  =  9'j-35  Schnabel. 

69-36,  Fe  1-23,  Ca  1-40,  Al  0-61,  ^[g  0-49,  Si  14-30  Bealey. 
81-80,  Fe  0-2,  Al  0-55,  Cu  0-02,  Si  0-65,  C  ;;-3  =  99-27  Klaproth. 

a  black  sublimate.  Carefully  heated  in  the  open  tube  gives  sulphur* 
ous  fumes  and  metallic  mercury,  condensing  in  minute  globules  on  the  cjld  walls  of  the  tube. 
B.B.  on  charcoal  wholly  volatile  if  pure. 

Obs.  —Cinnabar  occurs  in  beds  in  slate  rocks  and  shales,  and  rarely  in  granite  or  porphyry.  It 


1.  Xcumarktel 

2.  Japm 

3.  " 

4.  Westphaha 

5.  Wetzlar 

6.  Cahfornia 

7.  Idria,  hepatic 

Pyr. — In  the  closed  tube 


S 
14-25 
14-75 

17-  5 
13-67 

18-  78 
11-38 
13-75 
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has  been  observed  in  veins,  with  ores  of  iron.  The  Tdria  mines  are  in  the  Carboniferous  forma 
tion  ;  those  of  Xew  Almaden,  Cahfornia.  in  partially  altered  Cretaceous  or  Tertiary  beds. 

Good  crystals  occur  in  the  coal  formations  of  Moschellandsberg  aud  Wolfstein  iii  the  Palatiuate ; 
also  in  Japan,  Mexico,  and  Brazil.  Tlie  most  important  European  beds  of  this  ore  are  at  .Almaden 
in  Spain,  and  at  Idria  in  Carniola,  where  it  is  usually  massive.  It  occurs  at  Reichenau  in  Upper 
Carinthia ;  in  beds  traversing  gneiss  at  Dunbrawa  in  Transylvania ;  in  graywacke  at  AVindisch 
Kappel  in  Carinthia  ;  at  Xeuraarktel  in  Carniola  ;  at  Ripa  in  Tuscany  ;  at  Schemnitz  in  Hungary  ; 
in  the  Urals  and  Altai ;  in  China  abundantly,  and  in  Japan  ;  J^an  Onofre  and  elsewhere  in  Mexico  ; 
at  Huanca  Velica  in  Southern  Peru,  abundant ;  in  the  Provinces  of  Coquimbo  ;  Copiapo  in  Chili ; 
forming  extensive  mines  in  California,  in  the  coast  ranges  at  different  points  from  Clear  lake  in  the 
north  (near  which  there  is  a  vein  in  a  bed  of  sulphur)  to  San  Luis  Obispo  in  the  south,  the  prin- 
cipal mines  in  which  region  are  at  Xew  Almaden  and  the  vicinity,  in  Santa  Clara  Co.,  about  bO  m. 
S.S.E.  of  San  Francisco.    Also  in  Idaho,  in  limestone,  abundant. 

This  ore  is  the  source  of  the  mercury  of  commerce,  from  which  it  is  obtained  by  subhmation. 
When  pure  it  is  identical  Avith  the  manufactured  vermi  ion  of  commerce. 

The  above  figure  is  from  an  elaborate  paper  by  Schabus,  Ber.  Ak.  ■\\'ien,  vi.  63. 

The  name  Cinnabar  is  supposed  to  come  from  India,  where  it  is  applied  to  the  red  resin,  drag- 
on's blood.  The  native  cinnabar  of  Theophrastus  is  true  cinnabar ;  he  speaks  of  its  affording 
quicksilver.  The  Latiu  name  of  cinnabar,  mimu/n,  is  noW  given  lo  red  lead,  a  substance  which 
was  early  used  for  adulterating  cinnabar,  and  so  got  at  last  the  name.  It  has  been  said  (King  on 
Precious  Stones)  that  the  word  mine  (miniera,  Ital.)  and  mineral  come  from  the  Latin  for  qtiicksilver 
mine,  miniaria  (Fodina  miniaria). 

65.  TIEMANNITE.    Selenquecksilbcr  Jlarx,  Schw.  J.  hv.  223,  1828.    Selenid  of  Mercury. 
Selenmercur,  Tiemanuit,  Xaumann,  Min„  425,  1855. 

Massive  ;  compact  granular.    Cleava2:e  none. 

H.=2-5.  G.  =  7-1- 7-37,  Clanstlial;  7-274,  fr.  Tilkerode.  Lustre 
metallic.    Color  steel-o-rav  to  blackish  lead-o-rav. 

Comp. — Selenid  of  mercury.  Perhaps  Hg  Se=Selenium  28-4,  mercury  71 -6=100;  but  the 
analyses  correspond  mostl}^  to  Hg^  Se^=rSelenium  24-8.  mercury  75*2  =  100.  Anal  4  gives  Hg" 
Se^"."  Analyses:  1,  2,  Kcrl  (B.  H.  Ztg.,  1852);  3,  Rammelsberg  (Pogg.,  Ixxxvui.  B9j;  4, 
Schultz  (Ramm.  Min.  Ch.,  lUlO): 

Se        S  Hg 

1.  Zorge  21-27    0-36    65-52,  quartz  10-2^=99-57  Kerb 

2.  "  24-05    0-12    72-26,      "       2-86  =  99-7J  Kerb 

3.  "  25-5    74-5=100  (quartz  excluded)  Ramm. 

4.  Tilkerode        23-61    0-70    74-02  =  98-33  Schultz. 

Pvt. —  Decrepitates  in  the  closed  tube,  and.  when  pure,  entirely  sublimes,  giving  a  black  sub- 
limate. \v.ti-  the  upper  edge  reddish-brown;  with  soda  a  sublimate  of  metallic  mercury.  In  the 
open  t^of  eir<its  the  odor  of  selenium,  and  forms  a  black  to  reddish-brown  subhmate,  with  a  border 
of  while  seienate  of  mercury,  the  latter  sometimes  fusing  into  drops.  On  charcoal  volatilizes, 
coloring  the  outer  flame  azure-blue,  aud  giving  a  lustrous  metallic  coating. 

Obs. — Occurs  with  chalcopyrite  near  Zorge  in  the  Harz ;  at  Tilkerode ;  near  Clausthal ;  in 
California,  in  the  vicinity  of  Clear  lake.    Xamed  after  the  discoverer.  Tiemaun. 

A,  Onofrite  of  Haidinger  {Selenschiueftlquecks'lber  H.  Rose,  Merkurglanz  Breith.,  Char.,  1832), 
from  San  Onofre,  Mexico,  first  made  known  by  Del  Rio,  is  either  a  compound  or  mixture  of  selenid 
and  sulphid  of  copper.  IL  Rose  obtained  (Pogg.,  xlvi.  315,  1839)  >e  6-49,  8  10-30,  Hg  81-63  = 
9S*!  2,  corresponding  to  Hg  Se  +  4  Hg  S.  It  is  a  fine  granular  ore,  of  a  dark  lead-gray  color,  shin- 
ing when  rubbed.    G.=5-56,  Del  Rio;  powder  soils. 

66.  MILLERITE.  Haarkies  (as  a  var.  of  Schwefelkies)  Wern.,  Bergm.  J.,  383,  1789;  (fr. 
Johanng.)  Hoffmann,  id.,  175,  1791.  Fer  sulfure  capillaire  (as  a  var.  of  Pyrite)  //.,  Tr.,  iv.  1801, 
Capdlary  Pyrites.  Gediegen  Xiekel  Klapr.,  Beitr.,  v.  231,  1810.  Schwefelnickel  Be7Z.;  Arf- 
rerfsr//2,  Ac.  H.  Stockh.,  1822,  427.  Nickelkies  Cem.  Sidphuret  of  Xickel.  Xickel  sulfure  i^, 
Harkise  Beud.,  Tr.,  ii.  400,  1832.  Capillose  Chapman,  Min.,  135,  1843.  Millerit  Haid.,  Handb., 
561,  1845.    Trichopyrit  Glock.,  Syn.,  43,  1847. 

Ehomboliedral.  ^A^r=l-i4"  S',  Miller.  a=:0-32955.  Observed 
planes:  rliombohedral  B.  —1,  4-,  —h,  —3;  prismatic  /,  ?'-2,  ^'-f ;  Icf\I= 
110°  50',  /A3=13S°  47'/^  A  1=161°"  22',  6>A^=:159°  10'. 
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Cleavage  :  rliomboliedral,  perfect.  Usual  in  capillary  crystals.  Earel y 
in  columnar  tufted  coatino-s,  partly  semi-globular  and  radiated. 

IL==3— 3-5.  G.=  4-6— 5-65;  5'65  fr.  Saalfeld.  Eamm. ;  4'601,  fr.  Jo- 
acliimstlial,  Kenngott.  Lustre  metallic.  Color  brass  yellow,  inclining  to 
bronze-yellow,  with  often  a  gray  iridescent  tarnish.  Streak  bright. 
Brittle.' 

Comp.— Xi  S  =  Sulpliur  35-1,  nickel  6J -9  =  100.  Analyses:  1,  Arfvedson  (Ac.  H.  Stockh.,  \  Si2, 
427);  2,  Rammelsbery  (1st  Suppl.,  67) ;  8,  Genth  (Am.  J.  ScL,  11.  xxxiii.  195): 

S        Xi       Co     Fe  Cu 

1.  34-26    64-35       =93-61  Arfvedson. 

2.  Saalfeld  35*79    61-34    1-73    1-14=100  Ramm. 

3.  Gap  mine,  Pa.  35-14    6:^-08    0-58    0-40    0-87.  gangue  0-28  =  100-35  G. 

A  partly  altered  miUerite  afforded  Genlh  (1.  c.)  S  33-60,  Xi,  Co  59-96,  Fe  1-32,  Cu  4-63,  gangue 
0-54=100-05. 

Pyr.;  etc. — In  the  open  tube  sulphurous  fumes.  B."B.  on  charcoal  fuses  to  a  globule.  When 
roasted,  gives  with  borax  and  salt  of  phosphorus  a  violet  bead  in  O.F..  becoming  gray  in  R.F. 
from  reduced  metallic  nickel.  Ou  charcoal  in  R.F.  the  roasted  mineral  gives  a  coherent  metallic 
mass,  attractable  by  the  magnet.  Most  varieties  also  show  traces  of  copper,  cobalt,  and  iron  with 
the  fluxes. 

Obs. — Occurs  in  capillary  crystals,  in  the  cavities  and  among  crystals  of  other  minerals.  Found 
at  Joachimsthal  in  Bohemia  ;  Johaungeorgenstadt ;  Przibram  ;  Riechelsdorf ;  Andreasburg;  Him- 
melfahrt  mine  near  Freiberg ;  Marienberg  in  Saxony ;  Cornwall,  and  other  places.  Xear  Mer- 
thyr  Tydvil,  at  Dowlais,  it  is  found  in  regular  crystals,  occupying  cavities  in  nodules  of  spathic 
iron. 

Occurs  at  the  Sterling  mine,  Antwerp.  X.  Y.,  in  capillary  crystals  -^nth  spathic  iron  :  the  larg-est 
crystal  yet  observed  was  about  a  fifth  of  a  line  in  diameter,  and  in  some  cases  crystals  of  spath'.c 
iron  are  transfixed  by  the  needles  of  miUerite  (Am.  J.  Sci.  11.  ix.  287) ;  in  Lancaster  Co.,  Pa.,  at 
Gap  mine,  with  pyrrhotire,  where  it  occurs  in  coatings  of  a  radiated  fibrous  structure,  from  a  line 
to  a  third  of  an  inch  thick,  often  with  a  velvety  surface  of  crystals,  or  tufcs  of  radiated  needles. 

The  capillary  2)y rites  [Uaarkies)  of  Werner  was  true  miherite,  from  Johanngeorgenstadi:,  accord- 
ing to  Hoftmau  (Min.,  iv.  168,  1817).  But  capillary  pyrite  and  marcasite  have  sometimes  gone  by 
the  same  name. 


67.  TROILITE.    Pyrrhotitc  pt.    Protosulphid  of  iron.    Sulphid  of  iron  of  Meteorites.  Troiht 
Ilaid.,  Ber.  Ak.  Wien,  xlvii.  283,  1863. 

Kesembles  pyrrhotite.    Observed  only  massive. 

H.=tl:-0.  (t.=4-'T5— -Jr'S:^ ;  4'7S7,  fr.  Seelasgen.  Ramm. ;  4*817,  fr.  Sevier 
Co.,  Ramm. ;  4-75,  fr.  Knoxville,  Smith.  Color  tomback- brown.  Streak 
black. 

Comp.— Fe  S  (or  Fe^  S^)=Sulphur  36-36.  iron  63-64=10.0.  It  thus  differs  from  pyrrhotite  in 
being  a  true  protosulphid.  Analvses:  1,  J.  L.  Smith  (Am.  J.  Sci.,  II.  xix.  15GJ;  2,  Rammelsberg 
(Pogg.,  Ixxiv.  62j;  3,  4,  id.  (ib.,  cxxi.  3u5): 


s 

Frf 

Xi 

Cu 

1. 

Knoxville.  Tenn. 

3.Vfi7 

62-38 

0-32 

ir..  Si  0-56,  Cu  O'OS 

2. 

Seelasgen 

3T-iG 

62-^4 

— =  100''  Ramm. 

3. 

Sevier  Co.,  Tenn. 

o5-39 

62-65 

1-9G*' 

—  =  10o  Ramm. 

4 

36-64 

61-bO 

I-Sl)*" 

—  =  h'O  Ramm. 

"  Excluding  impuriiies.    ^  With  some  cobalt. 
Pyr.,  etc. — Same  as  for  pyrrhotite. 

Obs. — Almost  all  iron  meteorites  contain  this  sulj^hid  of  iron  in  nodules  disseminated  more  or 
less  sparingly  through  the  mass. 

Xamed  afi;er  Dominico  Troili,  who.  in  1766,  described  a  meteorite  that  fell  that  year  at  Albareto 
in  Modona,  and  which  contains  this  species.  The  meteorite  resembles  much  that  of  Weston, 
Conn.,  in  general  appearance. 
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68.  PYRRHOTTTE.  Vattenkies,  Pyrites  fusca,  Minera  hepatica,  pt.,  Wall,  Min.,  209,  212. 
174:7.  Pyrites  en  prismes  hexagonales  Fojst.,  Cat.,  1772 ;  Bourn,  de  Lisle's  Crist ,  iii.  243,  1788. 
Magnetiscber-Kies  Wer/i.^  Bergm.  J.,  383,  1789.  Magnetic  Pyrites  Kirwan,  1796.  Magnetic 
Sulphuret  of  iron,  Magnetkies  Germ.  Fer  sulfure  magnetique  Fr.  Leberkies  pt.  Germ. 
Leberkies  Leonh.,  Handb.,  665,  1826.  Leberkise  Beud.,  Tr.,  ii.  404,  18^2.  Magnetopyrite 
Glocker,  Grundr.,  1839.    Pyrrotin  pt.,  Magnetiseher  Pyrrotin,  Breilh.,  J.  pr.  Ch.,  iv,  265,  1835. 

Ilexao'oiial.    OA  1  =  135^  8';  a=0'S62.    Observed  planes:  0,  7,  },  1, 


0  M: 
O  A2: 


:90°. 

116 


28^ 


0  A  2-2: 

2  A  2= 


=119°  53; 

:126  b2\ 


1  A  1=:138°  48; 
I A  1=120. 


Cleavage  :  (9,  perfect ;  /,  less  so.  Commonl}- 
massive  and  amorplious  ;  structure  o^rauular. 

H.  =  3-5— 4-5.  G.=4-l:-4-68.  Lustre  metal 
lie.  Color  between  bronze-yellow  and  copper- 
red,  and  subject  to  speedy  tarnish.  Streak  darlN 
grayish-black.  Brittle.  Magnetic,  being  attract 
able  ill  tine  powder  by  a  magnet,  even  when  not  affectin 
needle. 


an  ordinary 


Var.— 1.  Ordinary.  Gr.  fr.  Kongsberg,  4*584  Kenngott ;  fr.  Bodenmais.  4*546  Schaflfsrotsch ;  fr. 
Harzburg,  4*580  Bamm. ;  fr.  Xalastoc,  Mexico,  4*564  Raram. ;  fr.  Trumbull.  Ct.,  4-640  Bamm. 

2.  Xiccoliftrous.  G.  ofKlefva,  4*674  Berz  ;  of  Hilsen.  4'577  Hamra  ;  of  Gap  mine  4*543  Ramm. 

Comp.— (1)  Mostly  Fe'  S^=6  Fe  S  +  Fe  S-=Sulphur  39*5.  iron  60*5=  00;  but  varying 
to  Fe*^  S^=7  Fe  S  +  Fe  S",  Fe»  S^°=8  Fe  Fe  Fe^"  S"=9  Fe  S  +  Fe  SI  The  species  is  iso- 
morphous  with  Cd  S  (greenockite),  and  Frankenheim  wrote  the  formula  Fe  S ;  yet  no  native 
pyrrhotite,  except  that  of  meteorites  {iroilitt),  gives  this  composition.  Berzelius  found  that  on 
heating  pyrite  it  was  reduced  to  Fe"  S",  and  not  to  Fe  S.  Bammelsberg  obtained  in  the  same  way 
Fe"  S~.  and  the  other  ratios  of  pyrrhotite. 

Analyses:  1,  Stromeyer  (Gilb."  Ann.,  xviii.  183,  209);  2,  3,  Plattner  (Pogg.,  xlvii.  369);  4,  5, 
Berthier  (Ann.  d.  M.,  III.  xi.  49^));  6,  H.  Rose  iPogg.,  xlvii.);  7,  fcchaflgotbch  (Pogg.,  1.  533);  8, 
fctromeyer  (1.  c.)  : 

1.  Ilarz    2.  Brazil    3.  Fahlun    4.  Sitten   5.  Sitten   6.  Bodenm.   7.  Bavaria   8.  Bareges 
Iron  40*15        40  43         40*22  39*0  4  .*2  38*78         [39-41]  43T.3 

Sulphur     59*85        59*63         59*72  61*0  59*8  6(t*52  60  59  56*37 


100*00  St.  100-06  P.     99-94  P.     100-0  B.     100*0  B.       »  R.  100  r:  ch.        100  St. 

a  With  0-82  silca=100-12. 

Rammelsberg  found  (Pogg..  cxxi.  337)  in  the  P.  of  Harzburg,  Fe  60*00-60  83,  G.=4*58;  of 
Trumbull,  Ct.,  61*0;')  (mean  of  3  anal.),  G.=4*64;  Harz  (Treseburg,  same  as  anal.  1  above',  Fe 
59*21.  G.=4*513.  For  other  analyses,  see  Middleton,  PhU  Mag.,  111.  xxviii.  352;  Baumert,  Verb, 
nat.  Ver,,  Bonn,  xiv  Ixxxv. ;  X.  de  Lcuehtenberg,  BuU.  Ac,  St.  Pet.,  vii.  403. 

Analyses  of  niccoliferous  pyrrhotites :  1,  Berzelius  (Jahresb.,  xxi,  184);  2,  ircheerer  (Po^g., 
Iviii.  318);  3,  Rammelsberg  (Min.  Ch.,  113);  4,  5,  6,  id.  (Pogg.,  cxxi.  361j: 


S 

Fe 

Ni 

Co 

1. 

Klefva 

38*09 

57*64 

3-04 

0*09,  Mn  0*22.  Cu  0-45  =  99-53  Berz. 

2. 

Modum 

40*46 

56*03 

2*80 

 ,  Cu  0*4(»,  =  99*69  Scheerer. 

3. 

? 

39-95 

58-90 

2*60 

 =101*45  Ramm. 

4. 

Horbach 

40*03 

55*96 

3*86 

 =99*85  Ramm.,  G.=about  4*7. 

5. 

HUsen 

[40-27] 

56*57 

3*16 

 =lO(t  Ramm. 

6. 

Gap  Miue,  Pa. 

[38*59] 

55*82 

5-59 

 =100  Ramm. 

Strecker  found  nickel  in  a  hexagonal  pyrrhotite  from  Snarum  in  Norway  (B.  IT,  Ztg.,  xvii.  304) 
Pyr.,  etc. — Unchanged  in  the  closed  tube.   In  the  open  tube  gives  e-ulphurous  acid.    On  cliar- 
coal  in  R.F.  fuses  to  a  black  magnetic  mass  ;  in  O.F.  is  converted  into  red  oxyd,  which  with  fluxes 
gives  only  an  iron  reaction  when  pure,  but  many  varieties  yield  small  amounts  of  nickel  aud 
cobalt.    Decomposed  by  muriatic  acid,  with  evolution  of  sulphuretted  hydrogen. 
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Obs. — Occurs  at  Kong-sber^,  Modum.  Snarum  Hilsen.  in  Xorwny  :  Klefva  in  Swoden  ;  Andreas- 
berg  and  Treseburg,  Plarz ;  Bodenmais  in  Bavaria  ;  Breitenbrunn,  Fahlun,  Joaehimsthal.  X.  Ta- 
gilsk ;  Aliuas  Greraes  in  Spain,  in  large  tabular  crystals  ;  the  lavas  of  Vesuvius ;  Cornwall ;  Appin 
in  Argyleshire. 

In  X.  America,  in  Vermont,  at  Stafford.  Corinth,  and  Shrewsbury;  in  many  parts  of  Massaeh'7- 
setts :  in  Connecticut,  in  Trumbull  with  topaz,  in  Monroe,  and  elsewhere;  in  X.  York,  H  m.  X, 
of  Port  Henry.  Essex  Co. ;  near  Xatural  Bridge  in  Diana,  Lewis  Co. ;  at  OXeil  mine  and  else- 
where in  Orange  Co.  In  X.  Jersey.  Morris  Co.,  at  Hurdstowu,  cieavable  massive.  In  Pennsyl- 
vania, at  the  G-ap  mine,  Lancaster  Co.,  niccoliferous.  In  Tennessee,  at  Ducirtown  mines,  abuii- 
dant.    In  Canada,  in  large  veins  at  St.  Jerome,  etc. 

The  niccoliferous  pyrrhotite  is  the  ore  that  affords  the  most  of  the  nickel  of  commerce.  At  the 
Camden  nickel  works  (X.  Jersey)  this  ore  (from  the  Gap  mine)  is  the  principal  one  used,  but 
aloug  with  niccoliferous  pyrite  and  some  millerite.  Prior  to  186J-.  the  whole  amount  of  pure  nickel 
made  in  the  country  was  not  over  lon,000  lbs.  Since  then,  up  to  May,  1867.  the  Camden  worrrs 
have  turned  out  105,000  lbs.;  and  now  they  produce  at  the  rate  of  150,000  lbs.  a  year  (letter 
from  J.  "Wharton.  Esq.). 

Xamed  from  -I'pporrnj  reddish. 

Alt. — Occurs  altered  to  pyrite  (G.  Rose.  ZS.  G-.,  x.  98) ;  also  to  limonite  and  sideritc. 

(A)  Krceberite  D.  Forbes  {Phil  Mag..  IV.  xxix.  9,  18t.5).  Kroeberite  is  a  strongly  magnetic 
pyrite.  in  copper-colored  crystals,  not  yet  analyz:?d,  which  Forbes  says  "'appears  to  be  principally 
a  subsulphid  of  iron."  The  reasons  for  this  opinion  are  not  stated.  Xamed  after  P.  Krceber.  It 
was  from  between  La  Paz  and  Yungas,  on  the  eastern  sloi^e  of  the  Andes. 

69.  GREENOCKITE.    Greenockite  Jameson,  Ed.  X.  Phil.  J.,  xxviii.  390,  1840.  Sulphuret 
of  Cadmium  Connel,  ib.,  392.  Cadmium-blende.    Cadmium  sulfure  Fr. 

Hexagonal ;  liemihedral,  with  the  opposite  extremes  dissimihir.  0  A  1 
=  136°  24:' ;  a=^0*S2tl:7.  Observed  phiues  as  in  the  annexed  figure,  with 
also  4  and  {-2. 

0  A  ^=154°  32'        I A  1  =  133°  36'         1  A  1,  pTr.,  =  13D°  39' 
OA  2=117  12  /A  2  =  152  IS  2  A  2,   ^'    =127  26 

Cleava2;e  :  /,  distinct ;  0,  imperfect. 

H  =3-3-5.  G.=l:-8,  Brooke;  l-9-l:-999,  Breit- 
haupt ;  1:'5,  the  artificial,  Socliting.  Lustre  adaman- 
tine. Color  honev-vellow  ;  citron-yellow ;  orange- 
yellow — veined  parallel  with  the  axis ;  bronze-yellow. 
Streak-powder  between  orange-yellow  and  brick-red. 
Xearly  transparent.  Strong  double  refraction.  Xot 
thermoelectric,  Breithaupt.  ^ 

Comp.— Cd  S  (or  Cd^ S^)=Sulphur  22-3,  cadmium  77-~.  Analysis  by  Conuel  (loe.  cit.)  :  Sulphur 
22-56.  and  cadmium  7T-S0=99'86. 

Pyr.,  etc. — In  the  closed  tube  assumes  a  carmine-red  color  while  hot.  fading  to  the  origina 
yellow  on  cooling.  In  the  open  tube  gives  sulphurous  acid.  B.B.  on  charcoal,  either  alone  or  with 
soda,  gives  in  R  F.  a  reddish-bro^^m  coating.  Soluble  in  muriatic  acid,  affording  sulphuretted 
hydrogen. 

Obs.— Occurs  in  short  hexagonal  crystals  at  Bishoptown,  in  Renfrewshire,  Scotland,  m  a  por- 
phyritic  trap  and  amygdaloid,  associated  with  prehnite  ;  also  at  Przibram  in  Bohemia,  on  blende ; 
at  the  Ueberoth  zinc  mine,  near  Friedensville,  Lehigh  Co.,  Pa. 

This  species  is  related  in  form  to  niccolite  and  breiihauptite.    It  has  been  found  as  a  furnace 
product  (Ann.  Ch.  Pharm.,  Ixxxvii.  34.  and  Halle  Zeitschr.,  i.  346,  1853). 
_  Xamed  after  Lord  Greenock  (later  Earl  Cathcart).    The  first  crystal  was  found  near  60  yea?^ 
since  by  Mr.  Brown  of  Lanfyne,  and  was  taken  by  him  for  blende.    It  was  over  half  an  inch 
across. 

70.  WURTZITE.    C.  F)-iedel,  C.  R.,  lu.  983,  1861.    Spiauterit  Breith.,  B.  H.  Ztg.,  xxi.  98,  1862, 

XXV.  193. 

Hexagonal.  Isomorphous  with  greenockite.  (9  A  1  =  129°  (approxi- 
mately).   Occurring  form  a  quartzoid,  with  occasionally  planes  of  the  cor 
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responding  hexagonal  prism ;  tlie  latter  planes  horizontally  striated. 
Cleavage  :  basal  and  prismatic. 

H.  =  3'5— 4.  G.=3-98.  Lustre  vitreous.  Color  brownish-black.  Streak 
brown. 

Comp. — Zn  S,  or  perhaps  more  correctly  Zii^  SI    Analysis  by  C.  Friedel  (1.  c.) : 
S  Zn        Fe       Pb       Sb  Cu 

32-6       55-6       8  0       2-7       0-2       ir.  =  99-l. 

The  lead  and  antimony  are  from  the  gangue. 
Pyr. — Same  as  for  sphalerite  or  blende. 

Obs. — From  a  silver-mine  near  Oruro  in  Bolivia.  According  to  Breithanpt  (1.  c.)  a  radiated 
blenae  from  Przibram  (his  spiauterite)  is  hexagonal ;  also  that  from  Albergaria  Yelha  in  Por- 
tugal ;  from  Quesbesita,  Peru,  in  tabular  crystals  grouped  and  forming  a  crust,  some  of  the  crys- 
tals ^  inch  across. 

Wurtzite  and  sphalerite  are  the  same  compound  under  distinct  crystaUine  forms — a  case  of 
dimorphism. 

Named  after  the  French  chemist,  Adolphe  Wurtz. 

Artif. — May  be  made  in  crystals  by  a  long  and  high  heating  of  amorphous  blende  (C.  R.,  Ixii. 
999) ;  or  better  by  subliming  the  blende  in  a  current  of  sulphurous  acid,  long,  transparent,  color- 
less hexagonal  prisms  having  been  thus  formed  (ib.,  Ixiii.  188). 

71.  NICCOLITE.  Kupfernickel  [=False  Copper,  it  resembling  but  not  yielding  copper] 
Hiarne,  Anledn.  Malm  og  Berg.,  76,  1694.  Cuprum  Nicolai  [mistaken  trl.  of  Kupf]  J.  Woodicard^ 
Foss.,  1728.  Kupfernickel,  Arsenicum  sulphure  et  cupro  miiieralisatum,  aeris  modo  rubente, 
Wall.^  228,  1747.  Niccolum  ferro  et  cobalto  arsenicatis  et  sulphuratis  min.  (fr.  Saxony)  Cronst. 
Ak.  H.  Stockh.,  1751,  1754  (first  discov.  of  metal);  Min.,  218,  1758.  Cuprum  min.  arsen.  fulvum 
Linn.,  1768.  Mine  de  cobalt  arsenicale  tenant  cuivre  Sage,  Min.,  58,  1772;  de  Lisle,  Cri.«it.,  iii. 
135,  1783.  Niccolum  nativum  Bergm.,  Opusc,  ii.  440,  1780.  Rothnickelkies,  Arsenicuickel, 
Germ.  Copper  Nickel,  Arsenical  Nickel.  Nickeline  Biud ,  Tr.,  ii.  586,  1832.  Arsenischer 
Pyrrotin  Breilh.,  J.  pr.  Ch.,  iv.  266,  1835.    Niccohte  Dana. 

Hexagonal;  isomorplious  witli  breitliauptite.  A  1=136°  35^;  a: 
O-SlOll.  Observed  planes,  O  and  1;  1  A  1,  pvr.,  =  139°  48'.  Usuallj 
massive,  structure  nearly  impalpable ;  also  reniforni  with  a  columnar 
structure  ;  also  reticulated  and  arborescent. 

H.  =  5— 5'5.  G.  =  7'33— T'671.  Lustre  metallic.  Color  pale  copper- 
red,  with  a  gray  to  blackish  tarnish.  Streak  pale  brownish-black.  Opaque. 
Fracture  uneven.  Brittle. 

Comp. — Ni  As  (or  Ni^  As^)=Arsenic  55-9,  nickel  44-1  =  100;  sometimes  part  of  the  arsenic 
replaced  by  antimony.  Analyses:  1,  Stromeyer  (G-el.  Anz.  Gott.  1817,  204);  2,  Pfaff  (Schw.  J., 
xxii.  256);  3,  Suckow  (Verwitt.  im  Min.,  58,  Ramm.  4th  Suppl.,  122);  4,  Berthier  (Ann.  Ch. 
Phys.,  xiii.  52);  5,  Scheerer  (Pogg.,  Ixv.  292);  6,  Ebelmen  (Ann.  d.  M.,  IV.  xi.  55);  7,  Schna- 
bel  (Ramm.  4th  Suppl,  122;;  8,  Grunow  (ZS.  G-.,  ix.  40)  : 


As 

Ni 

Fe 

Pb 

Co  Sb 

S 

1. 

Riechelsdorf 

54-73 

44-21 

(1-34 

0-32 

0-40=100  Strom. 

2. 

46-42 

48-90 

0-34 

0-56 

0-80  =  97-02  Pfaff. 

•J 

53-69 

45-7fi 

2-70 

0-15  =  102-30  Suckow. 

4. 

Allemont 

48-80 

39-94 

0-16  8-00 

2-00  =  9^-90  Berth. 

5. 

Kragero3,  G.  =  7-662 

54-35 

44-98 

0-21 

Cu  0-11 

0-14=99-79  Seheer. 

G. 

Ayer,  G.  =  7'39 
Westphalia 

54-05 

43-50 

0-45 

0-32  0-05 

2-18,  gangue  0-20  =  100-75  E. 

7. 

52-71 

45-37 

0-48,  Cu  1-44=100  SchnabeL 

8. 

Sangerliausen 

54-89 

43-21 

0-54 

1-35  =  99-99  Grunow. 

An  ore  from  Balen  in  the  Pyrenees  afforded  Berthier  As  33-0,  Sb  27*8,  Ni  33-0,  Fe  1-4,  S  2-8, 
quartz  2-0  =  100,  in  which  a  large  part  of  the  arsenic  is  replaced  by  antimony. 

Pyr.,  etc.  —In  the  closed  tube  a  faint  white  crystalline  sublimate  of  arsenous  acid.  In  the  open 
tube  arsenous  acid,  with  a  trace  of  sulphurous  acid,  the  assay  becoming  yeUo^vash-green.  On 


SULPIIIDS,  ETC. 


61 


charcoal  trives  arsenical  fumes  and  fuses  to  a  globule,  which,  treated  with  borax  glass,  affords,  by 
successive  oxj^dation,  reactions-  for  iron,  cobalt,  and  nickel.    Soluble  in  nitromuriatic  acid. 

Obs, — Accompanies  cobalt,  silver,  and  copper  in  the  Saxon  mines  of  Annaberg.  Schneeberg,  etc.  ; 
also  in  Thuringia,  Hesse,  and  Styria,  and  at  Allemout  in  Dauphiny ;  occasionally  in  Cornwall,  as 
at  Pengelly  and  Wheal  Chance;  formerly  at  the  Hilderstone  Hills,  Scotland;  at  Chanarcillo, 
near  Copiapo,  and  at  Huasco,  Chili ;  abundant  at  Mina  de  la  Rioja,  Oriocha,  in  the  Argentine 
Provinces. 

Found  at  Chatham,  Conn.,  in  gneiss,  associated  with  smaltuie. 
This  is  an  important  ore  of  nickel. 

Xaraed  from  the  contained  m-^iAl.  Tlie  name  of  the  species  should  be  formed  from  the  Latin 
word  for  nickel,  niccohim,  propos  •  I  by  Cronstedt.  and  hence  should  be  written  niccoUne,  or  better 
niccolite,  in  place  of  Beudant's  /udcdine.  XickeUne  and  nickeliferous  are  not  more  proper  words  than 
would  be  copperine  and  copp-irijerons. 

72.  BREITKAUPTITE.  Antimonnickel  Stromeyer  &  Eau-sm.,  Gel.  Auz.  Gott.,  2001,  18^3. 
Antimonial  Xickel;  Antimoniet  of  Xickel.  Hartmannite  Chapman,  Min.,  1843,  Breithauptit 
Haid.,  Handb.,  559,  1845. 

Hexagonal.  0  A  1=135°  15';  «=0'8585.  Observed  planes:  0,  ^.  f, 
/.  OA  ^=153°  38',  0  A  1=123°  55'.  In  thin  hexagonal  i)lates.  Also 
arboTesceiit  and  disseminated. 

H.  =  5'5.  G.  =  T'51:1  Breithaupt.  Lnstre  metallic,  splendent.  Color  in 
the  fresh  fracture  light  copper-red,  inclining  strongly  to  violet.  Streak 
reddish-brown.    Opacpie.    Fracture  uneven — small  subconchoidal.  Brittle. 

Comp.— Xi  Sb  (or  Xi'  Sb^)=Antimony  67-4,  nickel  32-6=100.  Analyses:  1,  2,  Stromeyer 
(Fogg.,  xxxi.  134j: 

1.  Sb  63-734       Ni  28-946       Fe  0'8fi6       Galena  6-43i=99-9S3 

2.  59-706  27-054  0-842  12-357  =  99-959 

Pyr. — In  the  open  tube  white  antimouial  fumes.  On  charcoal  fuses  in  R.F.,  gives  off  anti- 
monial  vapors,  and  coats  the  coal  white;  if  lead  is  present  a  yellow  coating  near  the  assay; 
treated  with  soda  the  odor  of  arsenic  may  be  distinguished  in  most  specimens. 

Obs. — Found  in  the  Harz  at  Andreasberg,  with  calcite,  galenite,  and  smaltine.  Has  been 
observed  as  a  furnace  product,  crystallized. 

Named  after  the  Saxon  mineralogist,  Breithaupt. 

73.  KANEITE.    Arseniuret  of  Manganese  Kane,  Q.  J.  Sci.,  11.  vl  382.   Kaneit  Raid.,  Handb. 

559,  1845. 

In  botryoidal  masses,  also  amorphous ;  structure  foliated  or  granular.  H.  above  5  ?  stated  ag 
hard.  G.  =  5-55.  Lustre  metallic.  Color  grayish-white,  with  a  black  tarnish.  Opaque.  Fracture 
uneven.  Brittle. 

Analysis  by  Kane  (1.  c.) :  Manganese  45-5,  arsenic  51-8,  and  a  trace  of  iron=97-:-^,  corre- 
sponding to  Mn  As  =  Manganese  42-4.  arsenic  57-6  =  100. 

B.B.  burns  with  a  blue  flame,  and  falls  to  powder ;  at  a  higher  temperature  the  arsenic  evapo- 
rates, and  covers  the  charcoal  with  a  white  powder.  Dissolves  in  aqua  regia,  without  leaving  any 
residue. 

It  is  supposed  to  be  from  Saxony,  and  was  first  observed  by  R.  J.  Kane,  of  Dublin,  attached  to 
a  mass  of  traleuite. 
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74.  SCHREIBERSITE.    Schreibersit  Raid.,  Haid.  Ber.,  iii.  69,  1847. 

In  steel-gray  folia  and  o-rains.    Folia  flexible. 
II.  =  6-5    G-.  =  7-01 -7^22.  Mao^ietic. 


Comp,— Analyses :  1,  Patera  (Haid.  Ber.,  1.  c,  and  Am.  J.  Sci.,  IT.  viii.  439) ;  2,  Fisher  (Am.  J. 

Sci.,  II.  xix.  157);  3,  4,  5,  J.  L.  Smith  (ib.,  xix.  157): 
P       Fe      Xi  G 

1.  Arva  7-26    87-20     4-24  =  9 S-70  Patera. 

2.  Braunau         11-72    55-43    25-0"2         1 -16,  CI  2*85,  Si  0-93  =  98-16  Fisher. 

3.  E.  Tennessee  13-92    57-2i    25-8  i  Co  0-82,  Cu  ir.,  Zn  tr.,  CI  0-13,  Si  1-62,  ^1  1-63  =  100-66  S. 

4.  "         undet.   56-04    2ii-48  "    0-41,  Cu  <r..  Si,  Al  Smith. 

5.  "         14-86    56-53    28-12  "    0-28,  Cu  tr^,  "   "      "  Smith. 
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Obs. — Found  only  in  meteoric  iron. 

The  schreihersiie  of  Shepard  (Am.  J.  ScL,  II.  ii.),  from  a  meteorite,  is  supposed  to  be  a  "  sesqui- 
sulphuret  of  chromium."  The  name  has  been  changed  to  sliepardite  by  Haidinger.  It  is  not 
contained  in  Shepard's  recent  list  of  meteoric  minerals,  in  ibid.,  xliii.  28. 


III.  PYPJTE  DIYISIOK 

[See  for  list  of  species,  page  34]. 

75.  PYRITE.  'LirXvoi  Theophr.  UvpiTm  pt.  Dioscor.,  E.  cxlii.  Pyrites  pt.  PUn.,  xxxvi.,  30. 
Pyrites  pt.,  Arab.  Marchasita,  Germ.  Kis,  Agric,  334,  431,  467,  1529,  1546.  Pyrites  pt., 
Marcliasita  (=:cryst,  Pyr.)  Ilenckel,  Pyrit.,  1725.  Kies  pt.,  Svafelkies  pt.,  Pyrites  pt. 
(=:mass.  and  nodular  Pyr.),  Marchasita  (=:cryst.  Pyr.),  Wall,  208,  211,  1747.  Pyrites  pt. 
(==glob.  var.,  etc.);  Marcasite  (=cryst.  Pyr.),  Mundic  (=:ma8sive  var.)  Hill,  Foss.,  324-332, 
1771.  Schwefelkies,  Eisenlvies,  Germ.  Iron  Pyrites,  Bisulpiiuret  of  iron.  Per  sulfure  Fr. 
Xanthopyrites  Glock,  Ilandb.,  314.  1839. 

Isometric;  pyritoliedral.  Observed  planes:  ^'-f,  ^'-3,  i-^;  2-2,  3-3  : 
4-2,  3-f,  5-1,  f-f,  2-f  Figs.  1,  2,  3,  41-^9,  85-88.  Tlie  cube  (f.  1)  most 
common ;  the  pyritoliedron,  f.  47,  and  related  forms,  f.  41,  46,  very 
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Cornwall,  Pa.  Schoharie. 

common.  Cubic  faces  often  striated,  with  striations  of  adjoining  faces  at 
right  angles,  and  due  to  oscillatory  combination  of  the  cube  and  pyritohe- 
dron,  the  strise  having  the  direction  of  the  edges  between  0  and  i-2  in  f.  46, 
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Crystals  sometimes  aciciilar  tlirongli  elongation  of  cnbic  and  otlier  forms, 
Cleavai>-e  :  cubic  and  octahedral,  more  or  less  distinct.  Twins :  1,  com- 
position-tace  /;  this  composition  either  {a)  single,  or  {h)  repeated  parallel 
to  each  /,  producing  thus  forms  like  f.  90,  consisting  of  combined  pyritohe- 
drons,  also  a  cube,  having  striations  on  each  face  parallel  to  its  sides  and 
meeting  at  an  angle  in  "the  diagonals.  2,  C.-face  0^  tig.  89.  Also  reni- 
form,  globular,  stalactitic,  with  a  crystalline  surface ;  sometimes  radiated 
subtibrous.    Also  amorphous. 

H.  =  6— 6*5.  G.=tl:-83 — 5-2;  5'185,  polished  crystals,  Zepharovich. 
Lustre  metallic,  splendent  to  glistening.  Color  a  pale  brass-yellow,  nearly 
uniform.  Streak  greenish  or  brownish-black.  Opaque.  Fracture  con- 
clioidal,  uneven.    Brittle.    Strikes  fire  with  steel. 

Comp.,  Var.— Fe  S-=Sulphur  53-8,  iron  4G-T  =  100.  Nickel,  cobalt,  and  tlialliiim,  and  also 
copper,  sometimes  replace  a  little  of  the  iron,  or  else  occur  as  mixtures ;  and  gold  is  sometimes 
present,  distributed  invisibly  through  it.  Thallium  occurs  in  traces  in  much  pyrite,  it  showing 
its  presence  often  in  the  chimneys  of  furnaces  where  pyrite,  or  ores  containing  it,  are  roasted. 

Tar.  1.  Ordinary,  (a)  In  distinct  crystals  ;  {h)  nodular,  or  concretionary,  often  radiated  within; 
{c\  stalactitic;  {d)  amorphous. 

2.  NiccoUferous.  Schnabel  found  0'168  of  nickel  in  a  kind  from  a  silver  mine  near  Eckerhag^n. 
A  pjTite  from  the  Kearney  ore-bed,  G-ouverneur.  N,  Y.,  is  similar;  it  is  pale  bronze  in  color,  and 
radiated  botryoidal;  H.  =  5-5;  G.i=4-863  (Am.  J.  Sci..  II.  xv.  444). 

3.  Cohaltiferous.  Specimens  from  Coi;ii\vall.  Lebanon  Co.,  Pa.  (f.  88),  afforded  J.  M.  Blake  2  p. 
e.  of  cobalt.  Fig.  88,  by  Mr.  Blake,  represents  the  planes  about  an  angle  of  the  cube,  one  of 
which,  2-;},  has  not  been  before  observed  in  pyrite,  though  known  in  cobaltite  (p.  71).  Tlie 
crystals  are  much  distorted. 

4.  Cupriferous.  A  variety  from  Cornwall,  Lebanon  Co.,  Pa.,  gave  J.  C.  Booth  (Dana's  Min., 
1854,  55)  2-.'.9  p.  c.  of  copper,  afitbrding  the  formula  (Fe,  Cu)  The  analysis  gave  IS  53-37,  Fe 
44*47 ,  Cu  2  "3 9.    It  tarnishes  readily,  assunnng  the  bluish  tarninh  of  steel. 

5.  Stanniferous;  Ballesterosite  Sehnlz  &  Paillette  (Bull.  Gr.  Fr.,  II.  vii,,  16).  A  kind  in  cubes, 
containing  tin  and  zinc,  occurring  in  argiUite,  6  m.  S.  of  Eibadeo,  in  Galicia.  Named  after  Lopez 
BaUesteros. 

6.  Auriferous.  Containing  native  gold.  See  under  Gold.  The  pyrite  of  most  gold  regions  is 
luriferous.    The  fact  is  not  apparent  in  any  of  the  external  characters. 

7.  Argeniiferous.    From  Hungary. 

8.  Thalliferous.  The  pyrite  of  the  Rammelsberg  mine,  near  Goslar,  Prussia,  is  especially  rich 
in  thallium ;  and  also  that  of  Saalfeld.  Thahium  occurs  in  the  furnaces  of  the  Bethlehem  (Pa.) 
iron  works,  which  W.  T.  Roepper  attributes  to  the  pyrite  of  the  Pennsylvania  coal  used. 

Pyr.,  etD. — In  the  closed  tube  a  sublimate  of  sulphur  and  a  magnetic  residue,    B.B.  on  char- 
coal gives  off  sulphur,  burning  with  a  blue  flame,  leaving  a  residue  which  reacts  like  pyrrhotite. 
Insoluble  in  muriatic  acid,  but  decomposed  by  nitric  acid. 

Obs. — Pyrite  occurs  abundantly  in  rocks  of  aU  ages,  from  the  oldest  crystalline  to  the  most 
recent  alluvial  deposits.  It  usually  occurs  in  smaU  cubes,  but  often  modified  as  above  described ; 
also  in  irregular  spheroidal  nodules  and  in  veins,  in  clay  slate,  argillaceous  sandstones,  the  coal 
formation,  etc.  Cubes  of  gigantic  dimensions  have  been  found  in  some  of  the  Cornish  mines : 
pentagonal  dodecahedrons  and  other  forms  occur  on  the  island  of  Elba,  sometimes  five  to  six 
inches  in  diameter.  Large  octahedral  crystals  are  found  at  Persberg  in  Sweden.  Magnificent 
crystals  come  from  Peru;  also  from  Traversella  in  Piedmont,  twins  of  which  locality  are  figtired 
oy  Q.  Sella,  one  of  them  a  large  pyritohedron  (f.  47 )  with  a  small  converse  pyritohedron  (f.  48) 
astride  of  each  of  the  six  cubic  edges.  Alston-Moor,  Derbyshire,  Fahlun  in  Sweden,  Kongs- 
berg  in  Norway,  are  well-known  localities.  The  clay  at  Miinden  in  Hanover,  and  the  chalk 
at  Lewes  in  Surrey,  havi'  ;,';lbrded  some  remarkable  compound  crystals.  It  has  also  been  met 
with  in  the  Vesuvian  lavars  in  small  irregular  crystals. 

In  Maine,  at  Corinna,  Peru,  WaterviUe,  and  Farmington.  in  crystals ;  at  Bingham  (saw  miUs), 
Brooksville,  and  Jewell's  Id.,  massive.  In  A\  Hampshire,  at  Unity,  massive.  In  Mass.,  at  Heath,  in 
cryst. ;  at  Hawley  and  Hubbardston,  massive.  In  Vermont,  at  Shoreham,  in  limestone,  crystals  abun- 
dant ;  Hartford,  in  cubes  2-4  in.  In  Conn.,  at  Lane's  mine,  Monroe,  in  octahedrons ;  Orange  and 
Milford.  in  cubes  in  chlorite  slate;  Middletown  lead  mine,  sometnnes  acicular,  and  also  scattered 
over  quartz,  like  f.  89 ;  at  Stafford,  in  mica  slate ;  massive  at  Colchester,  Ashford,  Tolland,  Stafford, 
and  Union.  In  N.  York,  at  Rossie,  fine  crystals  (f.  85,  87)  occur  at  the  lead  mine  in  green  shale ; 
at  Schoharie,  a  mile  west  of  the  court-house,  in  single  and  compound  crystals,  often  highly  polished 
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and  abundant ;  in  interesting  crystals  at  Johnsburgh  and  Chester,  "Warren  Co. ;  in  gneiss  neai 
Yonkors  ;  in  Orange  Co.,  at  Warwick  and  Deerpark ;  in  Jefferson  Co.,  in  Cliampion  and  near  Oxbow 
on  the  banks  of  Vrooman's  lake,  in  modified  octahedrons  (f.  7 1 ;  massive  in  Franklin,  Putnam, 
and  Orange  Cos.,  etc.  In  Pennsylvania,  in  crystals  at  Little  Britain,  Lancaster  Co. ;  at  Chester, 
Delaware  Co. ;  in  Carbon  and  York  Cos. ;  at  Knauertown,  Chester  Co. ;  in  Cornwall,  Lebanon  Co., 
in  lustrous  cubo-octahedrons,  and  with  an  elegant  steel  tarnish,  sometimes  an  inch  through;  at 
Pottstown.  near  French  Creek,  in  large  yellow  octahedrons.  In  Wisconsin^  near  Mineral  Point. 
In  liinois,  near  Galena,  at  Marsden's  Diggings,  in  stalactites  of  great  beauty  witli  a  surface  of 
crystals.  In  K  Car.,  near  G-reensboro',  Guilford  Co.,  in  crystals.  Auriferous  pyrite  is  common  at 
the  mines  of  Colorado,  and  many  of  those  of  California,  as  well  as  in  Virginia  and  the  States  south. 

In  Canada,  2  miles  N.  TV.  of  Brockville,  a  cobaltiferous  var..  in  the  Laurentian ;  on  the  river 
Assumption,  seignory  of  Daillebout,  and  at  Escott,  'a  niccoliferous  var.,  containing  also  some 
cjbalt. 

This  species  affords  the  greater  part  of  the  sulphate  of  iron  and  sulphuric  acid  of  commerce, 
and  also  a  considerable  portion  of  the  sulphur  and  alum.  The  auriferous  variety  is  worked  for 
gold  in  many  gold  regions. 

The  name  pyrite  is  derived  from  :rw,  fire,  and  alludes  to  the  sparks  from  friction.  Pliny  men- 
tions several  things  as  included  under  the  name  (xxxvi.  30):  (1)  a  stone  used  for  grindstones; 
(2)  a  kind  which  so  readily  fires  punk  or  sulphur  that  he  distinguishes  it  as  pyrites  vivus,  and 
which  may  have  been  flint  or  a  related  variety  of  quartz,  as  has  been  supposed,  but  more  proba- 
bly was  emery,  since  he  describes  it  as  the  heaviest  of  all;  (3)  a  kind  resembling  brass  or  copper: 
(4)  a  porous  stone,  perhaps  a  sandstone  or  buhrstone.  The  brassy  kind  was  in  aU  probability  our 
pyrite.  But  with  it  were  confounded  copper  pyrites  (chalcopyrite).  besides  marcasite  and  pyrrho- 
tite,  although  these  three  kinds  of  pyrites  ftiil  of  the  scintillations.  In  fact.  Dioscorides  calls 
pyrite  an  ore  of  copper,  yet  in  the  next  sentence  admits  that  some  kinds  contain  no  copper ;  and. 
moreover,  he  states  that  the  mineral  gives  sparks.  This  confounding  of  iron  and  copper  pyrites 
is  apparent  also  in  the  descriptions  of  the  vitriols  (sulphates  of  iron  and  copper)  by  Pliny  and 
other  ancient  writers,  and  equally  so  in  the  mineralogy  of  the  world  for  more  than  fifteen  cen- 
turies after  Phny,  as  is  even  now  apparent  in  the  principal  languages  of  Europe.  Kupjenoasser 
(copper-water)  of  the  Germans  being  the  copperas  of  the  English  and  couperose  of  tlie  Krench. 
It  is  quite  probable  that  copperas  and  coupterose  are  in  fact  corruptions  of  the  German  word,  instead 
of  derivatives  from  cuprosa  or  cuprirosa,  as  usually  stated,  for  the  Latin  u  would  not  have  become 
ou  in  French. 

Under  the  name  marcasite  or  marchasite,  of  Spanish  or  Arabic  origin,  the  older  mineralogists 
Henckel,  WaUcrius,  Linnasus,  etc.,  included  distinctively  crystallized  pyrite,  the  cubic  preemi- 
nently;  the  nodular  and  other  varieties  being  caUed  pyrites,  and  the  less  yellow  or  brownish  ai;d 
softer  kinds,  ivo.sserldes,  this  last  including  our  onarcasite  and  pyrrhotite,  and  some  true  pyrite. 
"Werner  first  made  pyrrhotite  a  distinct  species. 

Alt. — Pyrite  readily  changes  to  a  sulpliate  of  iron  by  oxydation,  some  sulphur  being  set  free. 
Also  to  limonite  on  its  surface,  and  afterward  throughout,  by  the  action  of  a  solution  of  bicar- 
bonate of  lime  carrying  off  the  sulphuric  acid  as  change  proceeds,  and  from  limonite  to  red  oxyd 
of  iron.  Green  vitriol,  limonite,  gothite,  hematite,  quartz,  graphite,  oclireous  clay,  occur  as  pseu- 
domorphs  after  pyrite. 

Artif. — May  be  made  by  the  slow  reduction  of  sulphate  of  sesquioxyd  of  iron  in  presence  of 
some  carbonate. 

76.  HAUERITE.    Hauerit  Haid.,  Nat.  Abh.  "VVlen,  i.  101,  107,  4to,  1847. 

Isometric;  pyritoliedral,  figs.  2,  Y,  6,  8,  44  (6>,  3-|-),  41  {0,  ^-3) ;  the 
octahedral  form  most  common.  Cleavage :  cubic  imperfect.  Crystals 
sometimes  globularly  clustered. 

H.=4.  G.  =  3'463,  V.  Hauer.  Lustre  rietallic-adamantine.  Color  red- 
dish-brown, brownisli-black.    Streak  browi  isli-red. 

Comp. — Mn  S^=Sulphur  53-7,  manganese  46'3  =  100.  Analysis  by  Patera  (1.  c,  Pogg.,  Ixx. 
148  j: 

S  53-64  Mn  42-97  Fe  1-30  Si  l-20=99-ll. 

Pyr. — In  the  closed  tube  a  subhmate  of  sulphur ;  in  the  open  tube  sulphurous  acid,  and  becomes 
green.    On  charcoal  gives  sulphur ;  the  roasted  mineral  reacts  for  manganese  with  the  fluxes. 

Obs. — From  Kalinka,  Hungary,  in  clay  with  gypsum  and  sulphur,  in  a  region  something  hke  a 
solfatara,  trachytic,  and  other  eruptive  rocks  decomposing  and  adding  to  the  clay,  and  the  sulphuj 
given  off  at  the  same  time  making  depositions  of  sulphur  and  sulphids.  One  crystal  found  meas 
ures  1^  inches  through. 
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77.  CUBANITE.    Cuban  Breith.,  Pogg.,  lix.  325, 1843.    Cubanite  CJiapman. 

Isometric.  Massive.  Cleavage  cubic,  and  rather  more  distinct  than  in 
ordinary  pyrites,  Breith.  Color  between  bronze  and  brass-yellow.  Streak 
dark  reddish-bronze,  biack.   H.=:-i.  1-026 -4:-012  Bi\  ;  4-169  Booth ; 

4-lS  Smith. 

Comp.— 2  Fe,  1  Cu,  4  S=4  Fe,  1  ^u.  8  S=eu  S  +  Fe  S  +  3  Fe  S'—  2  p2jrite  +  1  chalcopyriie.  Cu  S 
4-Fe"^  S^,  Booth,  which  is  the  same  with  the  precedhig  iu  its  atomic  proportions. 

Analyses:  1,  Eastwick  (cnmnmaicated  by  J.  C.  Booth);  2,  Magee  (ib.);  3,  Stevens  (ib.);  4, 
Sclieidauer  (Pogg.,  Ixiv.  2S0);  5,  J.  L.  Smith  (Am.  J.  Sci.,  II.  xviii.  381): 


S 

Cu 

Fe 

Si 

1. 

39-01 

19-80 

38-01 

2-30  =  99-12  Eastwick. 

2. 

39-35 

21-05 

38-80 

1-90  =  101-10  Magee. 

3. 

39-05 

20-12 

38-29 

2-85  =  100-31  Stevens. 

4. 

34-78 

22-98 

42-51 

Pb  ^?-.  =  100-25  Scheidauer. 

5. 

39-57 

18-23 

37-10 

Si  Pe  4-23  =  99-13  Smith. 

Breitbaupt  obtained  in  repeated  trials  19  per  cent,  of  copper.  Smith  in  two  other  incomplete 
analj-ses  found  sulphur  39-20,  39-30,  and  copper  19-10,  19-00. 

Pyr. — In  the  closed  tube  a  sulphur  sublimate  ;  in  the  open,  sulphurous  acid.  B.B.  on  charcoal 
gives  sulijhur  fumes  and  fuses  to  a  magnetic  globule.  The  roasted  ore  reacts  for  copper  and 
iron  with  the  fluxes ;  with  soda  on  charcoal  gives  a  globule  of  metallic  iron  with  copper. 

Obs. — From  Barracanao.  Cuba. 

73.  CHAL00PYRIT±3.  ?  X  lAvtr,?  (fr.  Cyprus)  Aristotle.  ?  XaX^rT,^^  Jlmirm  pt..  Dioscor.,  ?  Chal- 
citis  pt.,  Pyrites  pt.,  Plin.  Pyrites  jierosus  pt..  Pyrites  aureo  colore.  Germ.  G-eelkis  o.  Kupferkis 
Agric,  212,  Interpr.,  467,  1546.  Pyrites  pt..  Germ.  Kupferkies,  Gesner,  Foss.,  1565.  Pyrites 
flavus,  Chalcopyrites,  RencJcel,  Pyrit.,  1725.  Gul  Kopparmalm,  Cuprum  sulphure  et  ferro  min- 
erahsatum,  Chalcopyrites,  Wall,  284,  1747.  Cuivre  jaune,  Pyrite  cuivreuse,  Fr.  Trl.  Wall,  ii, 
514,  1753.  Copper  Pyrites.  Pj-ritous  Copper.  Cuivre  pyriteux  Fr.  Towanite  B.  &  JI.,  Min., 
182,  185-2. 

Tetragonal;  tetrahedral.    OAl-i=:lSD°  25';  a  =  0-9S556.  Observed 
planes  :  0 ;  vertical,  /,       i-d ;  octahedral  or  tetrahedral,  ^,  |-,  -i-,  1,  f,  2, 
f -^,  2-i ;  other  planes,  |-3,  5-5. 


91  92  93 


6>Ai=U5°  8' 
0  A  1  =  125  40 
OA  2=109  44 


(9  A  2-^=116°  54' 
6>A|-^=124  5 
1  Al,  pyr.,  =  109  53 


2  A  2,  pyr.,  =  96°  33' 
f  At,  pyr..  =  100  44 
lAl,  f.'92,=Tl  20 and  70  7 
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Cleavage:  2-i  sometimes  distinct;  O,  indistinct.  Twins:  composition- 
face  (1)  f.  93,  9-1: ;  in  93  repeated  parallel  to  4  terminal  edges  of  a  pyramid ; 
also  similar  to  tig.  39,  through  combinations  of  sphenoids (2)  the  plane  1^ 

similar  to  f  50,  also  similar  to  f.  62,  p.  21,  but 
with  the  interpenetrating  tetrahedrons  of  the 


94 


92  ;  also  somewhat  similar  to  fig. 
tetrahedrite.    Often  massive  and 


forms  in  fig. 
119,  mider 
impalpable. 

H.=3'5-4.  G.=4-l-4-3.  Lustre  metalhc. 
Color  brass-yellow ;  subject  to  tarnish,  and  often 
iridescent.  Streak  greenish-black — a  little  shin- 
ing.   Opaque.    Fracture  conchoidal,  uneven. 

Comp. — A  suiphid  of  copper  and  iron,  containing  2  of  cop- 
per, 2  of  iron,  and  4  of  salphur= Sulphur  34-9,  copper  34*6, 
iron  30-.-3=I  00.  Formula  iiw  S  +  Fe  S  +  Fe  S-=2  t^u  -f  |Fe) 
S  +  Fe  S-,  usually  written  izw  S  +  Fe^  S^,  the  objection  to 
which  has  already  been  mentioned  (p.  33)  Some  analyses 
give  other  proportions ;  but  probably  from  mixture  wdth  pyrite. 
These  are  indefinite  mixtures  of  the  two,  and  v/ith  the  increase  of  the  latter  the  color  becomes 
paler. 

This  species,  although  tetragonal,  is  very  closely  isomorphous  with  pyrite,  the  variation  from  the 
cubic  form  being  slight,  the  vertical  axis  being  0*98555  instead  of  1. 

Analvses:  1.  H.  Rose  ((iilb.,  Ixxii.  185);  2,  Hartwah  (Leonh.  Handb..  646);  3,  4,  E.  Bechi 
(Am.  J.  Sci.,  II.  xiv.  161 ) ;  5,  D.  Forbes  (Ed.  K  Phil.  J.,  1.  278);  6,  J.  L.  Smith  (Am.  J.  Sci.,  II. 


249); 

7,  Joy  (Lyc.  N". 

II  iST.  York 

viii.  125): 

1. 

Sayn 

S  35-87 

Cu  34-40 

Fe  80-47 

quartz  0-27=:100-01  Rose. 

2. 

Finland 

o6-33 

32-20 

30-03 

2-23  =  100-79  Hartwall. 

3. 

Val  Castrucci 

35-62 

84-09 

30-29 

 =100-00  Bechi. 

4. 

Mt.  C.itini 

36-16 

3-2-79 

29-75 

0-86=99-56  Bechi. 

5. 

Jemtol'd,  Sweden  33-88 

32-65 

32-77 

Mn  tr..  Si  0-32  =  99-62  Forbes. 

6. 

Phenixville 

36-10 

32-85 

29-93 

Pb  0-35  =  99-23  Smith. 

7. 

Ellenville 

86-65 

32-43 

31-25 

"  0-30,  Si  0-20=  100-83  Joy. 

Traces  of  selenium  liave  been  noticed  by  Kersten  in  an  ore  from  Reinsberg  near  Freiberg  ;  and 
that  from  Rammelsberg  near  Goslar  must  contain  the  same,  it  being  one  of  the  furnace  products 
(Rammelsberg,  Min.  Chem.,  l->0).  Thallium  is  also  present  in  some  kinds,  and  more  frequently 
present  in  this  ore  than  in  pyrite. 

Other  analyses :  Malaguti  and  Durocher  (Ann.  des  M.,  lY.  xvii.  229). 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  and  gives  a  sulphur  subhmate ;  in  other  reactions 
like  cubanite.  Dissolves  in  nitric  acid,  excepting  the  sulphur,  and  forms  a  green  solution;  am- 
monia in  excess  changes  the  green  color  to  a  deep  blue. 

Obs. — Chalcopyrite  is  the  principal  ore  of  copper  at  the  Cornwall  mines,  and  10,000  to  12,000 
tons  of  pure  copper  are  smelted  annually  from  1 50.000  to  160,000  tons  of  ore.  It  is  there  associated 
with  tin  ore,  galenite,  bornite,  chalcocite,  tetrahedrite,  and  blende.  The  copper  beds  of  Fah- 
lun  in  Sweden,  are  composed  principally  of  this  ore,  which  occurs  in  large  masses,  surrounded 
"by  a  coating  of  serpentine,  and  imbedded  in  gneiss.  At  Rammelsberg,  near  Goslar  in  tlie  Harz, 
it  forms  a  bed  in  argillaceous  schist,  and  is  associated  with  pyrite,  galenite.  blende,  and  minuie 
portions  of  silver  and  gold.  The  Kurprinz  mine  at  Freiberg  affords  well-defined  ciystals.  It 
occurs  also  in  the  Bannat.  Hungary,  and  Thuringia ;  in  Scotland  in  Kirkcudbrightshire,  Perth- 
shire and  elsewhere ;  in  Tuscany  (analyses  3,  4) ;  in  South  Australia ;  in  fine  crystals  at  Cerro 
Blanco,  near  Copiapo,  Chili. 

In  Maine,  at  the  Lubec  lead  mines ;  at  Dexter.  In  N.  Hamp.,  at  Franconia,  m  gneiss ;  at 
Unity,  on  the  estate  of  Jas.  Neal;  Warren,  on  Davis's  farm;  at  Eaton,  2  m.  N.E  of  Atkins's 
tavern ;  Lyme,  E.  of  E.  YiUage ;  Haverhill,  etc.  In  Vermont,  at  StatTord,  Corinth,  Waterbury, 
Shrewsbury.  In  J/as5.,  at  the  Southampton  lead  mines;  at  Turner's  faUs  on  tlie  Connecticut, 
near  Deerfield,  and  at  Hatfield  and  Sterling.  In  Connecticut,  at  Bristol  and  Middleto\ATi,  some- 
times in  crystals.  In  Ktw  York,  at  the  Ancram  lead  mine ;  five  miles  from  Rossie,  beyond  De  Long's 
raiUs  at  the  Rossie  lead  mines,  in  crystals;  in  crystals  and  massive  near  Wurtzboro',  Sulhvan  Co. : 
very  large  crystals  and  massive  at  EllenvUle,  Ulster  Co.  In  Pennsylvania,  at  PheuixviUe;  at 
PottstovNTi,  Chester  Co.  (^Elizabeth  minej.    In  Maryland,  in  the  Catoctia  mts. ;  between  New- 
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market  and  Taneytown ;  near  Finksbury,  Carroll  Co.,  abundant  (Patapsco  and  other  mines\  with 
boruite,  carrollite,  and  malachite.  In  Vuginia,  at  the  Phenix  copper  mines,  Fauquier  Co.,  and  the 
AValcon  gold  mine,  Louisa  Co.  In  K  Carolina,  near  Greensboro',  abundant  massive  (Fenresa 
or  North  Carohna,  and  Macculloch  mines),  along  with  spathic  iron  in  a  quartz  gangue.  In  Ten- 
nessee, 30  miles  from  Cleveland,  in  Polk  Co.  (Hiwassee  mines),  with  black  copper  and  pyrites. 

In  Cal,  in  rl liferent  mines  along  a  belt  between  Mariposa  Co.  and  Del  Norte  Co.,  on  west  sidt 
of.  and  parallel  to,  the  chief  gold  belt ;  occurring  massive  in  Calaveras  Co..  at  Union.  Keystone, 
Empire.  Napoleon.  Campo  Seeo,  and  Lancha  Plana  mines,  and  in  crystals  on  Doniiugo  Creek;  in 
ilariposa  Co..  at  the  La  Tictoire  and  Haskell  clafms,  and  on  the  Ciiowchillas  river;  in  Amadoi 
Co.,  at  the  Newton  mine ;  in  El  Dorado  Co.,  at  the  Cosumnes,  Hope  Valley,  Bunker  Hill,  El 
Dorado,  Excelsior  mines ;  in  Plumas  Co.,  at  the  Genesee  and  Cosmopolitan  mines. 

In  Canada,  in  Perth  and  near  Sherbrooke ;  extensively  mined  at  Bruce  mines,  on  Lake  Huron. 

The  Cornwall  chalcopyrite  is  not  a  rich  ore ;  what  is  picked  for  sale  at  Redruth  rarely  yielding 
12,  generally  only  7  or  8,  and  occasionally  but  3  or  4  per  cent,  of  metal.  Its  richness  may  in 
general  be  judged  of  by  the  color;  if  of  a  fine  yellow  hue,  and  readily  yielding  to  the  hammer,  it 
may  bo  considered  a  good  ore;  but  if  hard,  and  pale-yellow,  it  is  poor  from  admixture  with 
pyrite. 

Readdy  distinguished  from  pyrite,  which  it  somewhat  resembles,  by  its  inferior  hardness;  it 
may  be  out  by  tlie  knife,  wdiile  pyriie  will  strike  fire  with  steel.  The  effects  of  nitric  acid  are  also 
different.  Differs  from  gold  in  being  brittle,  on  which  account  it  cannot  be  cut  off  in  sUces,  like 
the  latter  metal;  and,  moreover,  gold  is  not  attacked  by  nitric  acid. 

Occurs  as  a  furnace  product  near  Groslar. 

Alt.— Changes  on  exposure  with  moisture,  especially  if  heated,  to  a  sulphate,  ^^falachite. 
cuveUite,  clirysocolla,  black  copper,  chalcocite,  and  oxyd  of  iron,  are  other  forms  into  which  it  is 
sometimt-s  altered. 

Named  from  x'^^'^'^^i  and  pyrites,  by  Henckel,  who  observes  in  his  Pyritology  (1725)  that 

chalcopyrite  is  a  good  distinctive  name  for  the  ore.  Aristotle  calls  the  copper  ore  of  Cyprus 
clialcitis:  and  Dioscorides  uses  the  same  word:  but  what  ore  was  intended  is  doubtful.  Thei-e  is 
no  question  that  copper-pyrites  was  included  bv  Greek  and  Latin  authors  under  the  name  pyrites 
(q.  v..  p.  61). 

79.  BARNHARDTITE,    Genth,  Am.  J.  Sci.,  II.  xix.  lY,  1855,  xxviii.  248. 
Compact  massive. 

H.=3'5.  G.=J:*521.  Lustre  metallic.  Color  bronze-yellow.  Streak 
grayish-black,  slightly  shining.  Fracture  conchoidal,  uneven.  Brittle. 
Tarnishes  easily,  giving  pavonine  tints,  or  becoming  pinchbeck-brown. 

Comp. — 2  €u  S  +  Fe  S  +  Fe  S-=l  chalcopyrite -f-1  chalcocite = Sulphur  30-5,  copper  48-2,  iron 
21-3.    Analyses:  1-3,  W.  J.  Taylor,  F.  A.  Genth,  and  P.  Keyser  (1.  c);  4,  Genth  (priv.  contrib.): 

S  Fe  Cu 

1.  Earnhardt's  Land  29-40       22-23       47'61,  Ag  tr.  Taylor. 

2.  Pioneer  MQls  29-76       22-41       46-69  Genth. 

3.  "  30'5C       21-08       48-40  Kevser. 

4.  Bill  Williams'  Fork        2S-96       20-44       50-41  Genth. 

In  another  ore  from  Earnhardt's  land,  Taylor  found  (1.  c.)  S  32-9,  Fe  28-4,  Cu  40*2,  correspond- 
ing to  8  S  +  4  Fe  +  2^  €u. 

Pyr,,  etc — E.E,  gives  sulphurous  fumes,  and  fuses  easily  to  a  magnetic  globule.  "With  borax 
reactions  for  copper  and  iron, 

Obs, — Occurs  in  N.  Carolina  with  other  copper  ores,  at  Dan  Earnhardt's  land.  Pioneer  Mills, 
Phenix  mine,  and  Vanderburg  mine,  in  Cabarrus  Co. ;  also  near  Charlotte,  Mecklenburg  Co. ;  at 
Bill  Williams'  Fork,  in  California,  with  chalcopyrite,  etc. 

It  may  be  a  chalcopyrite,  partly  altered  to  copper-glance  (chalcocite),  as  would  be  inferred  from 
Dr.  Genth's  later  observations. 

(A)  HoMiCHLiN  Ereithaupt  (E.  H.  Ztg.,  xvii.  385,  424,  1858,  xviii.  65,  321)  is  closely  related  to 
the  preceding,  and  may  be  chalcopyrite  partly  altered  to  bornite.  Occurs  in  tetragonal  octahedral 
crystals,  but  mostly  massive;  H.=:4 — 5;  G.  =4-472 — 4-480  ;  color  more  bronze-like  than  in  chal 
copyrite ;  streak  black. 

Analysis  by  Richter  (1.  c,  xviii.  321):  S  30-21,  Fe  25-81,  Cu  43-76  =  3  ^u  S  +  2  Fe  S  +  Fe"  S", 
or  3  -Cu  S  +  3  Fe  S  +  Fe  S',  corresponding  to  1  of  chalcopyriie,  2  of  chalcocite,  and  2  of  pyrrhotite, 
or  to  1  of  chalcopyrite  and  2  of  bornite. 

Occurs  with  malachite  and  other  copper  ores  at  Plauen  in  Yoigtland ;  also  said  to  occur,  by 
Ereithaupt,  in  Bavaria,  Duchies  of  Hesse  and  Nassau,  Silesia,  the  Harz,  at  Rheinbreitenbach  oii 
the  Rhine,  in  Algeria,  in  Chili  at  Rf^moUnos  and  Tocopilla^  and  in  Japan. 
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Dncktownite  is  a  blackish  copper  ore  from  Ducktown,  Tenn.,  named  hj  Shepard,  who  found  ir 
it  30-76  iron,  'it-O-t  copper,  with  43-20  of  undetermined.  G-.  J,  Brush  has  shown  cliat  it  is  not 
homogeneous,  and  only  a  mixture,  grains  of  pyrite  being  visible  through  the  mass,  and  also  a 
softer  gray  mineral,  which  is  probably  chaleocite.  See  Rep.  on  Mt.  Pisgah  Copper  Mine,  N. 
navcn,"l859.  and  Am.  J.  Sci.,  II.  xxviii.  129,  1859. 


80.  STANNITE.  Geschwefeltes  Zinn  (fr.  Cornwall)  Klapr.,  Schriften  Nat.  Fr.  Berhn,  vii.  169, 
17S7,  Beitr.,  ii.  257,  1797,  v.  228,  1810.  Zinkies  Wern.,  Bergm.  J.,  1789,  385,  397.  Tin  Pyrites 
Kirw.,  ii.  300,  1796.  Sulphuret  of  Tin;  Bell  Metai  Ore.  Etain  sulfure  Fr.  Staunine  Beud., 
Tr.,  ii.  416,  1832. 

PrboaViy  tetragonal,  and  liemihedral  like  chalcopyrite,  Kenngott. 
Cleavage :  parallel  to  the  faces  of  the  cube  and  dodecahedron  indistinct. 
Commonly  massive,  granular,  and  disseminated. 

ir.=4,  G.=4'3— tl:-522 ;  4*506,  fr.  Zinnwald,  Rammelsberg.  Lustre 
metallic.  Streak  blackish.  Color  steel-gray  to  iron-black,  the  former 
when  pure  ;  sometimes  a  bluish  tarnish ;  often  yellowish  from  the  presence 
of  chalcopyrite.    Opaque.    Fracture  uneven.  Brittle. 

Comp.— 2  (eu,  Fe,  Zn)  S  +  Sn  S'^.  which,  the  ratio  of  -Cu.  Fe,  Zn,  being  2:1:1,  corresponrl<^ 
to.  Sulphur  29-6,  tin  27-2,  copper  29*3.  iron  6'5,  zinc  7 '5  =  100.  The  ratio  between  the  sulphur 
of  the  two  terms  is  1  :  1,  as  in  chalcopyrite.  Analyses:  1,  Klaproth  (Breitr.,  v.  228);  2,  Kuder- 
natsch  (Pogg..  xxxix.  146);  K.  Johnston  (Rep.  GT.  Cornwall,  etc.,  1839);  4,  Mallet  (Am.  J.  ScL,  II 
xvii.  33);  5,  Rammelsberg  (Pogg..  Ixxxviii.  607): 

S  Sn  Cu  Fe  Zn 

1.  AVhealRock  30  5  26-5  30  0  12-0   =99  0  Klaproth. 

2  "  29-I-.4  2.0-55  29-39  12-44      1 '77,  gangue  1-02  =  99-81  Kud. 

3.  St.  Michael's  Mt.      29-9-i9  31-618  28-549     4-791  10-113  =  100  Johnston. 

4.  "  29-46      26-85      29-18       6-73       7-26.  gaugue  0-16=99-64  Mai. 

5.  Zinnwald  29-05      25-65      29-38       6-24      9-68  =  100  Rammelsberg. 


Pyr.,  etc. — In  the  closed  tube  decrepitates,  and  gives  a  faint  sublimate ;  in  the  open  tube 
sulphurous  acid,  and  a  sublimate  of  oxyd  of  tin  quite  near  the  assay.  B.B.  on  charcoal  fuses  to  a 
globule,  wliich  in  O.F.  gives  off  sulphur,  and  coats  the  coal  with  white  oxyd  of  tin ;  the  roasted 
mineral  treated  with  borax  gives  reactions  for  iron  and  copper. 

Decomposed  by  nitric  acid,  affording  a  blue  solution,  with  separation  of  sulphur  and  oxvd  of 
tin. 

Obs. — Formerly  found  at  Wheal  Rock,  Cornwall,  and  at  Carn  Brea,  where  it  constituted  a 
considerable  vein,  and  was  accompanied  by  pyrite,  blende,  and  other  minerals ;  more  recently  in 
considerable  quantity  in  granite  at  St.  Michael's  Mount,  where  it  is  sold  as  an  ore  of  copper;  also 
at  Stenua  Gwynn,  St.  Stevens,  and  at  Wheal  Primrose,  Wheal  Scorrier,  and  occasionally  at  Botal- 
lack  mine,  St.  Just;  also  at  the  Cronebane  mine,  Co.  Wicklow,  in  Ireland;  Zinnwald.  in  the 
Erzgebirge,  with  blende  and  galenite.  It  frequently  has  the  appearance  of  bronze  or  bell  metal, 
and  hence  the  name  bell-metal  ore. 


81.  IiINN^EITE,  Kobolt  med  Jem  och  Svafelsyra  (fr.  Bastnaes)  G.  Brandt  Ak.  H.  Stocl'h.,  1 1 9, 
1746.  Kobalt  med  forvswafladt  Jam,  Cobaltum  Ferro  Sulphurato  mineral! satum,  Cronat,  213, 
1758.  Cobaltum  pyriticosum  Linn.,  1768;  de  Born,  Lithoph.,  i.  144,  1772.  Mine  de  Cobalt 
sulfureuse  de  Lisle,  iii.  134,  1783.  Kobalt-Glanz  pt.  Wern.,  Kirwan,  etc.  Svafelbunden  Kcbolt 
Zr?5m^er,  Afh.,  iii.  316,  1 810.    Kobaltkies  Handb.,  158,  1813.    Schwefelkobalt.  Sul- 

phuret of  Cobalt;  Cobalt  Pyrites.  Cobalt  sulfure  Fr.  Koboldine  Beud.,  Tr.,  ii.  417,  1832. 
Linneit  Haid..  Handb.,  560,  1845.  Kobaltnickelkies  [not  Kobaltkies]  Eamm. ;  Siegenite  (fr. 
Miisen)  Dana,  Min.,  687,  1850. 

Isometric.  Figs.  2,  6,  7.  Cleavage :  cubic,  imperfect.  Twins  :  com- 
position-face octahedral.    Also  massive,  granular  to  compact. 

H.  =  5'5.  G.=4*8— 5.  Lustre  metallic.  Color  pale  steel-gray,  tarnish- 
ing copper-red.    Streak  blackish-gray.   Fracture  uneven  or  subconchoidal. 
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Comp.,  Var.— 2  Co  S  +  Co  S'^Sulphur  42-0,  cobalt  58-0=100;  but  having  the  cobalt  replaced 
partly  by  nickel  or  copper. 

Var.  1.  Cupri/eroiis ;  Lixx^iTE  Haid.  (1.  c).  Ore  from  Bastnaes.  The  copper  has  been  attrib- 
uted to  mixed  chalcopyrite  ;  but,  in  view  of  the  composition  of  carrollite,  this  is  probably  not 
true  of  all  of  it.  The  name  limmite,  after  Linnaeus,  was  given  distinctively  by  Haidinger  to  the 
Bastnaes  mineral  (1.  c). 

2.  Kiccolijerou-s ;  Nickel- Linn(Biie  Siegentte  Dana  (1.  c).  Ore  from  Mlisen,  near  Siegen  and 
elsewhere.  The  specimens  from  Miisen  afforded  Rammelsberg,  in  his  recent  analysis  (Xo.  5t, 
14'60  of  nickel;  and  he  shows  that  the  earlier  analyses  are  erroneous,  owing  to  the  fact  that  a 
method  of  separating  nickel  and  cobalt  completely  was  not  known  when  the  analyses  were  made. 

Analyses.  1.  Hisinger  (AfliandL,  iii.  319);  2,  T\'ernekink  (Schw.  J.,  xxxix.  H06.  and  L'?onh. 
ZS.  f  Miu.,  1826);  3,  Schnabel  ^Ramm.,  4th  Suppl,  117);  4,  Ebbinghaus  (ib.j;  5,  Rammelsberg 
(J.  pr.  Ch.,  Ixxxvi.  340;;  6-8,  Genth  (Am.  J.  Sci.,  II.  xxiii.  419): 


Bastnaes 

Miisen 

"  Sieg. 

"  Sieg. 
it 

Mineral  Hill,  Sieg. 

"  Sitg. 
Missouri,  Sieg. 


S 

38-  50 
42-52 

41-  93 

42-  30 

43-  04 

39-  70-'' 
41-15 
41-54 


Co 
43-20 
53-35 
22-U9 
11-00 
40-77 
25-69 


Xi  Fe 

  3-53 

  2-30 

2-29 
4-69 


33-04 
42-04 
14-60 
29-56 


[50-761 
21-34  30-53 


1-96 
3-20 
3-37 


Cu 

14-40,  gangue  0-33  =  99-96  Hisinger. 
0-97=98-87  Wernekink. 

 =  100  Schnabel.  G.=4-8. 

 =100-63  Ebb.    G.  =  5-0. 

0-49  =  98-90  Ramm. 

2-  23,  Insoh  0  45  =  99-59  Oenth. 

3-  63,  InsoL  1-26  =  100  Genth.  [Genth. 
 ,  Pb  0-39,  Cu,  Sb  tr.,  Insol.  1-07  =  98-24 


Pyr..  etc. — The  variety  from  Miisen  gives,  in  the  closed  tube,  a  sulphur  sublimate ;  in  the 
open  tube,  sulphurous  fumes,  with  a  faint  sublimate  of  arsenous  acid.  B.B.  on  charcoal  gives 
arsenical  and  sulphurous  odors,  and  fuses  to  a  magnetic  globule.  The  roasted  mineral  gives 
with  the  fluxes  reactions  for  nickel,  cobalt,  aud  iron.  Soluble  in  nitric  acid,  with  separation  of 
sulphur. 

Obs. — In  gneiss,  with  chalcopyrite,  at  Bastnaes,  near  Riddarhyttm.  Sweden :  at  Miisen.  near 
Siegen,  in  Prussia,  w:th  heavy  spar  and  spathic  iron;  at  Siegeu  [sii:'j':iu_ft  \  in  octahedrons;  at 
Mine  la  Motte,  in  Missouri,  mostly  massive,  sometimes  octahedral  and  cubo-octahedral  crystals; 
and  at  Mineral  Hill,  in  Maryland,  in  a  vein  in  clilorite  slate,  witli  chalcopyrite,  bornite,  blende, 
pyrite,  etc. 

Alt.— Occurs  altered  to  yellow  earthy  cobalt  so-called  {gelb  Erdkobalt\  which  is  a  mixture  of 
erythrite  and  pitticite. 


82.  CARROLLITE.  Faber,  Am.  J.  Scl,  II.  xiii.  418,  1852. 

Isometric.  Karely  in  octahedrons.  Massive.  Fracture  subconclioidal 
or  uneven. 

H.  =  5-5.  G.=  4-85,  Smith  and  Brush.  Lustre  metallic.  Color  light 
steel-grav,  with  a  faint  reddish  hue. 

Oomp.  — Cu  S  -f-  Co*^  S^ ;  or  its  equivalent  6u  S  +  Co  S  +  Co  S^  (obtained  by  doubling  the  number 
of  atoms),  which  may  be  written  2  -(7U  +  ^-  Co)  S  +  3  Co  S":  analogous  to  Cuban.  Analyses - 
1 — 3,  Smith  and  Brush  (Am.  J.  Sci.,  II.  xvi.  367) ;  4,  Genth  (ib.,  xxiii.  418) : 

S       Co      Ni     Fe       Cu  As 

1.  Patapsco  mine       41-93    37-25    1-54    1-26    17-43    ^z-.  =  99*46  S.  &  B. 

2.  •'        .  40-94    38-21     1-51    1-55    1  7-79    ^r.=  100-03  S.  &  B. 

3.  "  40-99    37-65    1-54    1-40    19-18    i;r.  =  100-76  S.  &  B. 

4.  "  41-71    38-70    1-70    0-46    17-55,  quartz  0-07  =  100-19  G. 

Faber  obtained  in  an  incorrect  analysis  (1.  c.)  S  27-04,  Co  28-50,  Xi  1-50,  Fe  5-31,  Cu  32*99,  As 
1-81,  silica  ■J-15  =  99-;-i0. 

Pyr. — Like  siegenite,  except  that  the  roasted  mineral  reacts  for  copper  with  the  fluxes. 

Obs.— In  Carroll  Co.,  Maryland,  at  Patapsco  mine,  near  Finksburg;  and  also  at  Springfield 
mine,  associated  and  mixed  with  chalcopyrite  and  chalcocite. 

This  species  may  prove  to  be  ideiitical  with  the  Bastnaes  linnseite  (or  true  linnseite),  on  a  new 
analysis  of  the  latter,  both  being  cupriferous. 
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83.  SMALTTTB.  ?Oobaltum  cineraceum  Agric,  459,  1529.  Koboltmalm,  Koboltglants,  Mia- 
era  Cobalti  cinerea,  Cobaltum  arsenico  mineralisatum,  pt.  (Cobaltite  here  included),  Wall.,  231 
1747.  ?  Cobaltum  Ferro  et  Arsenico  mineralisatum,  Giants-Cobalt  (fr.  Schneeberg),  Cronst,  212 
lTr)8.  Mine  de  Cobalt  grise  De  Lisle,  Crist.,  33P.,  1772;  Mine  de  Cobalt  arsenicale  Be  Lisle,  iii 
123,  1783.  Weisser  Speisskobold,  G-rauer  Speisskobold,  Wern.  Gray  Cobalt  ore  Kirw.,  1796. 
Tin-white  cobalt.    Speiskobalt  ffaicsm.,  Handb.,  155,  1813.    Qmaltine  .Beud.,  Tr.,  ii.  584,  1852. 

Isometric.  Observed  planes  :  0,1,  2-2,  /,  also  an  undetermined  tetraliex- 
aliedron.  Figures  1,  2,  5,  6,  8,  9.  Cleavage  :  octahedral,  distinct.  Cubic, 
in  traces.    Also  massive  and  in  reticulated  and  other  imitative  shapes. 

H.  =  5"5  — 6.  G.z=Q-4:  to  7*2.  Lustre  metallic.  Color  tin-white,  inclin- 
ing, when  massive,  to  steel-gray,  sometimes  iridescent,  or  grayish  froiji 
tariiisli.    Streak  grayish-black.    Fracture  granular  and  uneven.  Brittle. 

Comp.,  Var. — For  typical  kind  (Co,  Fe,  Ni)  As^=  (if  Co,  Fe,  and  Ni  be  present  in  equal  parts) 
Arsenic  72*1,  cobalt  9*4,  nickel  9*5,  iron  9'0=  1 00.  It  is  probable  that  nickel  is  never  wholly  absent, 
altliough  not  detected  in  some  of  the  earlier  analj^ses ;  and  in  some  kinds  it  is  the  principal  metal. 
The  varieties  based  on  the  proportions  of  cobalt,  nickel,  and  iron,  are  the  following : 

Yar.  1.  Cobaltic ;  Smaltixe.    Contains  little  nickel  or  iron. 

2.  NiccoUferous  ;  Chloantiiite  Breith.  (B.  H.  Ztg.,  iv.  1845  ;  Weissnickelkies  pt.,  "Weissnickelerz, 
Arsenik-Nickel,  Germ.;  White  Nickel;  Rammelsbergit  Haid.,  Handb.,  560,  1845;  Chathamite 
Shep.,  Am.  J.  Sci.,  slvii,  351,  1844).    Contains  much  nickel,  the  cobalt  simetimes  nearly  wanting. 

3.  Ferriferous ;  Safflorite  Breith.  (Grauer  Speiskobold  Wer/i. ;  Eisenkobalterz  Hausm. ;  Eisen- 
kobaltkies.v.  Koh.}.    Contains  over  10  p.  c.  of  iron  with  cobalt,  or  with  cobalt  and  nickel. 

But  the  atomic  proportion  of  arsenic  and  other  elements  often  varies  much  from  the  normal 
above  stated,  and  without  correspondence  with  the  three  groups  just  pointed  out.  These  varia- 
r'ons  lead  to  the  following  groups,  as  distinguished  by  Rammelsberg,  which,  however,  blend  more 
or  less  with  one  another : 

A.  Composition  R  As'',  vsdth  R=Co,  Fe,  and  some  Ni.    Includes  some  of  Nos.  1,  2,  and  3,  above. 

B.  R  As"-^,  with  R=Ni.  Fe,  and  some  Co.    Includes  most  ddoarUhiie,  No.  2.    Anal.  6  to  1 2. 

C.  R  As  +  R  As^    Anal.  13  to  15.    Includes  some  of  Nos.  2  and  3. 

D.  R  As'^-i-2  R  As^  Anal.  16  to  21.  Includes  some  of  1  and  2.  In  tliis  last  the  arsenic  consti- 
tutes 73 — T6  p.  c,  and  the  mineral  approximates  to  Skutierudite. 

Analyses:  Series  A.  1,  Varrentrapp  (Pogg.,  xlviii.  505);  2,  Hofmann  (Pogg,,  xxv.  485);  3, 
Kobell  (Grundz.  Min.,  300) ;  4,  Klauer  ( Ramm.,  5th  Suppl.,  225) ;  5,  Lange  (Ramm.,  Min.  Ch.,  24). — 
Series  B.  6,  Booth  (Am.  J.  Sci.,  xxix.  241);  7,  Rammelsberg  (J.  pr.'Ch.,  Iv.  486);  8,  9,  id.  (1st 
Suppl.,  15);  10,  F.  Marian  (Yogi's  Min.  Joach.,  158);  11,  C.  U.  Shepard  (Am.  J.  Sci.,  xlvii.  351); 
12,  Gent]i(This  Min.,  512,  1854).— Series  C.  13,  Jiickel  (Rose's  Kryst.  Ch.,  53);  14,  Rammels- 
berg  (5th  Suppl.,  225);  15,  Salvetal  &  Wertheim  (These,  Paris,  1854,  79).— Series  D.  16. 
Stromeyer  (Gel.  Anz.  Gott.,  1817,  72) ;  17,  Sartorius  (Ann.  Ch.  Pharm.,  Ixvi.  278) ;  18,  19,  B.  W 
Buh  (Rose's  Kryst.  Ch.,  52);  20,  Karstedt  (Ramm.,  5th  Suppl.,  225);  21,  Marian* (1.  c.) : 


A. 

As 

Co 

Ni 

Fe 

Cu 

1.  Tunaberg 

69-46 

23-44 

4.95 

S  0-90=98-75  Yarr. 

2.  Schneeberg 

70-37 

13-95 

1-79 

11-71 

1-39^ 

S  0-66,  Bi  0-01  =  99-88  Hofm. 

3. 

71-08 

9-44 

18-48 

tr. 

S  ir.,     Bi  1-00  =  100  Kob. 

4.  Riechelsdorf 

68-73 

16-37 

12-15 

2-30 

0-45z 

=  100  Klauer. 

5.  Schneeberg 

73-55 

6-28 

14-49 

5-20 

S  0-27  =  99-79  Lange. 

B. 

G.  of  mineral  of  anal.  7,  6-411 ;  8  and  9,  6-735  ;  10,  6-28 

—6-89. 

6.  Riechelsdorf 

72-64 

3-37 

20-74 

3-25 

=  100  Booth. 

7.  Allemont 

71-11 

18-71 

6-82 

S  2-29  =  98-93  Ramm. 

8.  Kamsdorf 

70-34 

28-40 

ir. 

r98-74  Ramm. 

9.  " 

70-93 

29-50 

tr. 

=  100-43  Ramm. 

;0.  Joachimsthal 

71-47 

3-62 

21-18 

2-83 

0-29, 

S  0-58  =  99-97  Marian. 

.1.  Chatham,  Ct. 

70-00 

1  -35 

12-19 

17-70 

=  101-21  Shepard. 

70-11 

3-82 

9-44 

11-85 

S  4-78  =  100  Genth. 

D. 

G.  of  min.  of  anal. 

13,  6-84; 

14,  G-? 

;74. 

• 

13.  Riechelsdorf 

66-02 

21-21 

11-60 

1-90, 
> 

S  0-49,  Bi  0-04=101-26  JackeL 

14.  " 

60-4  2 

10-80 

25-87 

0-80 

S  2-11  =  100  Ramm. 

15.  Schneeberg 

58-71 

3-01 

35-00 

0-bO 

S  2-80=100-32  fcalv.  &  W. 

7J 


D.  a.  of  min.  of  aual.  19,  6-5:n  ;  21,  6'807. 


As 

Co 

Ni 

Fe 

Ou 

16. 

Rie(  lielsdorf 

74-21 

20-31 

3-12 

0-16,  S  0-88  =  98-98  Strom. 

17. 

a 

7:^53 

9-17 

14-06 

2-21 

 ,  S  0-94=99-91  Sartorius. 

18. 

u 

7r,-09 

4-56 

12-25 

6-82 

 =  99-72  Bull. 

19. 

Schneeberg 

^5-85 

3-32 

12-01 

6-52 

0-91  =  98-67  Bull. 

20. 

7-4-80 

3-79 

12-86 

7-33 

 ,  S  0-85  =  99-63  Karst. 

2!. 

Joachimstlial 

7-1-52 

11-72 

1-81 

5-26 

1-00,  S  1-81  =  99-72  Marian. 

J  L.  Smith  found  over  8  p.  c. 

of  copper  in 

a  smaltine  from  Atacama,  his  analysis 

(Gilliss's  Exped.,  ii.  102)  As  70-85,  Co  24-13,  Ni  1-23,  Fe  4-05,  Cu  8-41,  S  0-08=10()-75. 

Pyr.,  etc. — In  the  closed  tube  gives  a  sublimate  of  metallic  arsenic;  in  the  open  tube  a  white 
sublimate  of  arsonous  acid,  and  sometimes  traces  of  sulphurous  acid.  B.B.  on  charcoal  gives  an 
arsenical  odor,  and  fuses  to  a  globule,  which,  treated  with  successive  portions  of  borax-glass, 
affords  reactions  for  iron,  cobalt,  and  nickel. 

Obs. — Usually  occurs  in  veins,  accompanying  ores  of  cobalt  or  nickel,  and  ores  of  silver  and 
copper ;  also,  in  some  instances,  with  niccolite  and  arsenopyrite ;  often  having  a  coating  of 
annabergite. 

Occurs  with  silver  and  copper  at  Freiberg,  Annaberg,  and  particularly  Schneeberg  in  Saxony; 
at  Joachimsthal  in  Bohemia,  the  reticulated  varieties  are  frequently  found  imbedded  in  calc  spar, 
and  also  at  Wheal  Sparnon  in  Cornwall;  at  Riechelsdorf  in  Hesse,  in  veins  in  the  copper  schist; 
at  Tunaberg  iu  Sweden;  Alleraont  in  Dauphine;  at  the  silver  mines  of  Tres  Puntas  and  others  in 
Chili,  but  only  in  small  quantitiea.  Also  iu  crystals  at  Mine  La  Motte,  Missouri.  See  analyses 
above  for  the  varieties  at  these  localities. 

At  Chatham,  Conn.,  the  chloauthite  (chathamite)  occurs  iu  mica  slate,  associated  generally  with 
araenopyrite  and  sometimes  with  niccolite. 

This  species  and  the  cobaltite  were  confounded  by  the  mineralogists  of  last  century;  and 
although  right  chemical  distinctions  were  early  indicated  by  those  of  Sweden,  doubts  continued 
until  the  analyses  by  John  and  Stromeyer  in  1811  and  1817.  Rome  de  Lisle  brought  out  and 
figured  correctly  the  crystallographic  distinctions  in  1772  and  1783;  but  the  value  of  his  deter- 
minations were  not  generally  appreciated. 

Alt. — Occurs  altered  to  erythrite  (arsenate  of  cobalt),  a  change  due  to  the  oxydation  of  the 
arsenic  and  cobalt  on  exposure  to  moisture. 

84.  SKUTTERUDITE.  Tesseral-Kies,  Ilartkobaltkies,  Breith.,  Pogg.,  ix.  115,  1827.  Arsenik- 
kobaltkies  Scheerer,  Pogg.,  xUi.  546,  1837.  Hartkobalterz  Hausm.,  Handb.,  69,  1847.  Skut- 
terudit  iZai'd,  Handb.,  500,  1845.    Modumite  JSflcol^  Min.,  457,  1849. 

Isometric.  Observed  planes  6>,  7,  1,  2,  f,  2-2,  ^'-3,  2-|.  Figs.  1,  2,  3,  10. 
Cleavage  :  cubic,  distinct ;  7,  in  traces.    Also  massive  granular. 

11.  =  6.  Gr.  =  6'74 — 6" si.  Lustre  bright  metallic.  Color  between  tin- 
white  and  pale  lead-gray,  sometimes  iridescent. 

Comp.— Co  As'-'=Arsenic  79  2,  cobalt  20-8  =  100.  Analyses:  1,  Scheerer  (1.  c.) ;  2,  3,  Wohler 
(Pogg.,  xliii.  591): 

1.  Skutterud            As  77-84       Co  20-01  Fe  1-51    S  0-69  =  1 00-05  Scheerer. 

2.  "        cryst.           79*2              18-5  1-3  =  99-0  Wohler. 

3.  "        mass.          79-0             19-5  1-4=99-9  Wohler. 

Pyr- — Reactions  like  those  of  smaltite,  but  gives  a  more  copious  sublimate  of  metallic  arsenic 
in  the  closed  tube. 

Obs.— From  Skutterud.  near  Modum,  in  Norway,  in  a  hornblendic  gangue  in  gneiss,  with 
sphene  and  cobaltite,  and  the  crystals  sometimes  implanted  on  those  of  cobaltite. 

85.  OOBALTITB.  Cobaltum  cum  ferro  sulfurato  et  arsenicato  mineralisatum,  Glants-Kobolt 
pt.  (fr.  Tuuaberg),  CronsL,  213,  1758  Mine  de  Cobalt  blanche  de  Lisle,  Crist.,  334,  1772.  Mine 
de  Cobalt  arseuico-sulfureuse  de  Lisle,  Crist.,  iii.  129,  1783.  Glanz-Kobold  Wera.  Kobalt- 
Glanz  Germ.  Cobalt  gris  pt.  H.  G-lance  Cobalt;  Bright-White  Cobalt.  Glanzkobaltkiea 
Glock.,  Grundr.,  1831.    Cobaltine  Beud.,  Tr.  ii.  450,  1832. 


Isometric;  pyritohedral.    Observed  planes,  as  in  the  annexed  figure; 


72 


SULPHIDS,  ETC. 


f.  46,  47.  Cleavage 
granular  or  compact. 


cubic,  perfect.   Planes  0  striated.    Also  massive, 

H.  =  5'5.  G.=:6— 6'3.  Lustre  metallic.  Color 
silver- white,  inclined  to  red ;  also  steel-gray,  with 
a  violet  tinge,  or  grayish-hlack  when  containing 
much  iron.  Streak  grajish-black.  Fracture  uif- 
even  and  lamellar.  Brittle. 


Analyses :  1 
(Ramm.,  4tli  Suppl 
(ib.,  5th  Suppl.,  149); 


Comp.,  Var.— Co  S^+Co  As^  or  Go  (S,  Asf=rSulphur  19-3, 
arsenic  45-2,  cobalt  35"5  =  100.'  The  cobalt  is  sometimes  largely 
replaced  by  iron,  and  sparingly  by  copper. 

Var.  1.  Ordinary.    Contains  little  iron.    Anal.  1 — 6. 
2.  Ferriferous ;  Ferrocobaltite  (Stahlkobalt  Eamra.,  4th  Suppl., 
116,  5th  Suppl..  148,  1853;  Ferrocobaltine  Z>a'Aia,  Miu.,  58,  1854), 
Contains  much  iron  (anal,  i — 9) ;  from  the  Hamberg  mine,  Siegen. 
Stromeyer  (Schw.  J.,  xix.  3:3G);  2,  Schnabel  (Ramm.,  3d  Suppl.,  65):  3,  Huberdt 
116);  4,  Patera  (ib.);  5,  Ebbinghaus  (ib.);  6,  7,  Schnabel  (ib.);'  8,' Schnabel 
9,  Heidingsfeld  (ib.): 


1.  Skutterud 

2.  Siegen 

5.  Skutterud 

6.  Siegen,  massive 

7.  ■  plumose 

8.  "   •  " 

9.  "  " 


s 

As 

Co 

20-08 

43-46 

33-10 

1910 

44-75 

29-77 

20-25 

42-97 

32-07 

19-35 

45-31 

33-71 

19-98 

4-2 -5  3 

8-H7 

20-86 

42-94 

8-92 

19-08 

43-14 

9-62 

Fe 

3-23: 
6-38: 
3-42, 
1  63 
25-98 
28-03: 


=99-87  stromeyer. 
=  100  Schnabel. 

quartz  1  •63  =  100-34  Ebbinghaus. 
=  99-99  Schnabel. 

Sb  2-^4=100  Schnabel. 
=  100-75  Schnabel. 


24  99,  Sb  1-04,  Cu  2-36,  gangue  0-52—100-75  Held. 


The  analyses  of  supposed  cobaltite  by  Patera  and  Huberdt  are  given  under  Alloclasite. 

Pyr.,  etc. — Unaltered  in  the  closed  tube.  In  the  open  tube,  gives  sulphurous  fumes,  and  a 
crystalline  sublimate  of  arsenous  acid.  B.B.  on  charcoal  gives  off  sulphur  and  arsenic,  and  fuses 
to  a  magnetic  globule ;  with  borax  a  cobalt-blue  color.  Soluble  in  warm  nitric  acid,  separating 
arsenous  acid  and  sulphur. 

Obs.— Occurs  at  Tunaberg,  Riddarhyttan,  and  Hokansbo,  in  Sweden,  in  large,  splendid,  well- 
defined  crystals ;  also  at  Skutterud  in  Norway.  Other  localities  are  at  Querbach  in  Silesia,  Siegen 
in  "Westphalia,  and  Botallack  mine,  near  St.  Just,  in  Cornwall.  The  most  productive  mines  are 
those  of  Vena  in  Sweden,  where  it  occurs  in  mica  slate;  these  mines  were  first  opened  in  1809. 

This  species  and  smaltite  afford  the  greater  part  of  the  smalt  of  commerce.  It  is  also  employed 
in  porcelain  painting. 


86.  GERSDORFFITE.  Niceolum  Ferro  et  Cobalto  Arsenicatis  et  Sulphnratis  minerahsatum, 
Kupfernickel,  pt.  (ivhiteysLT.  fr.  IjOOs),  Cronst,  218, 1758,  Ak.  H.  Stockh.,  1751,  l7o4.  [The  species 
later  taken  for  Kupfernickel  and  Cobalt  ore,  until  1818.]  Nickelglanz,  Weisses  Nickelerz,  Ffaff, 
Schw.  J.,  xxii.  260,  1818;  Berz.,  Ak.  H.  Stockh.,  1820.  Sulfo-arseniure  de  nickel  Beud.,  1824. 
Nickelarsenikglanz,  Nickelarsenikkies,  Arseniknickelglanz,  Germ.  Nickel  G-lance.  Disomose 
Beud.,  Tr.,  ii.  448,  1832.  Tombazite  pt.  Breith.,  J.  pr.  Ch.,  xv.  330,  1838.  Gersdorfifit  (fr. 
Schladming)  pt.  Lowe,  Pogg.,  Iv.  503,  1842.    Amoibit  pt.  v.  Koh.,  J.  pr.  Ch.,  xxxiii.  402,  1844. 

Isometric;  pyritohedral.  Observed  planes  0^  1,  ^'-2.  Figs.  2,  6,  7,  46.' 
Cleavage :  cubic,  rather  perfect.    Also  lamellar  and  granular  massive. 

H.==5*5.  G.  =  5-6  — 6-9.  Lustre  metallic.  Color  silver-white — steel- 
gray,  often  tarnished  gray  or  grayish-black.  Streak  grayish-black.  Frac- 
ture uneven. 

Comp.,  Var.— Normal,  Ni  S^  +  Ni  As^  or  Ni  (S,  As)^=Arsenic  45-5,  sulphur  19-4,  nickel  35-1  — 
lOn.  But  the  composition  varies  in  atomic  proportions  rather  widely,  and  the  species  is  not  yet 
fuUy  understood. 

Var.  1.  Normal.    Having  the  above  composition. 
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2.  Lowe's  gersdorffiie  (iTo.  10)  affords  1  [Ni  S^'  +  Ni  As^+I  niccolite  fp.  60),  corresponding  tc 
At.  ratio  for  As,  S,  Ni,  3:2:  3.  Lowe  deduced  4:3:4,  tlie  formula  from  which  would  differ 
only  in  the  last  member  boini?  ^  niccolite.    Anal.  9  falls  in  with  this  formula. 

3.  Von  KobeU's  amoihiie  (anal.  17)  afforded  him,  4  As  +  :^  S  +  4  Ni= Arsenic  47-4,  sulphur  15*2, 
nickel  37-4.  4  As +  3  S  +  4.V  Ni  is  nearer  the  anal3^sis.  The  mineral  occurs  at  Lichteuberg  in  the 
Fichtelg-ebirge  in  hg-ht  steel-gray  octahedrons,  having  H.=:4. 

4.  11.  =  4.  Pless's  analyses  (Nos.  12-14),  and  also  Bogen's  of  the  ore  of  Siegen  (No.  15),  corre- 
spond to  2  Ni  S  +  Ni  As'^.    This  ore  may  be  nnmQd  plessiie. 

5.  Dohscliauite.  Anal.  18  corresponds  to  At.  ratio  for  As,  S,  (Ni,  Fe,  Co),  2:1:2,  giving  the 
formula  1  [R     +  R  As"]  -f  2  niccohte. 

Analyses:  1,  Berzehus  (1.  c);  2,  Ramraelsberg  (Pogg.,  Ixviii.  511);  3,  4,  S3hnabel  (Verb.  Ver. 
Bonn,  viii.  307,  Ramm.  Min.-Ch.,  65);  5,  Bergemann  (J.  pr.  Ch.,  Ixxv.  244);  6,  Dobcreiuer  (Schw. 
J.,  xxvi.  270);  7,  Rammelsberg  (Handw.,  ii.  14);  8,  Heidingsfeld  (Ramm.,  5th  Suppl.,  174);  9-11, 
L5we  (Ramm.,  2d  Suppl.,  102,  Pogg.,  Iv.  503);  12-14,  Pless  (Ann.  Ch.  Pharm.,  U.  250);  15,  Bogen 
(B.  IL  Ztg..  xxih  55);  16.  Bergemann  (J.  pr.  Ch.,  Ixxix.  412);  17,  v.  Kobell  (J.  pr.  Ch.,  xxxiiL 
402);  18,  Zerjau  (Anz.  Ak.  Wien,  1866,  173): 


As 

S 

Ni 

Fe 

Co 

1.  Loos,  Sweden 

45  •:n 

19  34 

29-94 

4-11 

0-92%  Si  0  9  =  100-58  Berzelius. 

2.  Harzgbrode,  G.  5-65 

3.  Miisen,  cryst. 

44-01 

18-83 

30-30 

6-00 

 Sb  0-86  =  100  Ramm. 

46-02 

18  94 

32-66 

2-38 

 =100  Schnabel. 

4.  Ems,  massive 

38-92 

17-82 

35-27 

4-'.t7 

2-23,  Cu  2-75  =  101-96  Schnabel. 

5.     '*  cryst. 

45-02 

19-04 

34-18 

1-02 

0-27,'  Sb  0-61  =  10014  Bergemann. 

6.  Kamsdorf 

48- 

14- 

27-= 

11- 

 =100  Dobereiner. 

7.  Lobenstein 

48-02 

20-16 

31-82 

 =100  Rammelsberg. 

8. 

46-12 

18-96 

33-04 

1-81 

0-60,  Cu  U-11,  Sb  0-33  =  100-97  Heid. 

9.  Prakendorf 

46-10 

16-25 

28-75 

8-70 

 =  100  Lowe. 

10.  Schladming,  C^^raiior^. 

49-83 

1413 

26-14 

9-55 

 =  99-65  Lowe. 

11.        "      G.  6-7— 6-9 

42  52 

14  22 

38-42 

2-09 

 ,  quartz  1-87  =  99*12  Lowe. 

12.        "    cryst,  G.  6*64 
13. 

39-04 

16-:;5 

19-59 

11  13 

14-12=100-23  Pless. 

39-88 

16-11 

27-90 

14-97 

0-83  =  99-69  Pless. 

14. 

39-40 

16-91 

28-62 

12-19 

2-88  =  100  Pless. 

15.  Siegen 

37-52 

17-49 

40-97 

4-19 

 =100-17  Bogen. 

16.  Ems,  massive 

33-25 

21-51 

22-79 

16-64 

1-64,  Cu  4-01.  Sb  0-62  =  100-46  B. 

17.  Amoibite,      G.  6-08 

45-34'> 

14-00 

37-34 

2-50 

ir.,  Pb  0-82=100  Kobell. 

16.  Dobscliau 

49-73 

9-41 

25-83 

5-20 

7-46,  Si  1-63  =  99-26  Zerjau. 

^  with  some  Cu.  ^  by  loss.  *^  with  some  Co. 


Pyr,;  etc. — In  the  closed  tube  decrepitates,  and  gives  a  yellowish-brown  sulDlimate  of  sulphid 
of  arsenic.  In  the  open  tube  yields  sulphurous  fumes,  and  a  white  subUmate  of  arsenous  acid. 
B.B.  on  charcoal  gives  sulphurous  and  garhc  odors  and  fuse^  to  a  globule,  which,  with  borax-glass 
give^  at  first  an  iron  reaction,  and,  by  treatment  with  fresh  portions  of  the  tlux,  cobalt  and  nickel 
are  successively  oxydized. 

Decomposed  by  nitric  acid,  forming  a  green  solution,  with  separation  of  sulphur  and  arsenous 
acid. 

Obs. — Occurs  at  Loos  in  Helsingland,  Sweden ;  in  the  Albertine  mine,  near  Harzgerode  in  the 
Harz,  with  chalcopyrite,  galenite,  calcite,  tluor-spar,  and  quartz;  at  Schladming  in  Styria  ;  Kams- 
dorf in  Lower  Thunngia;  Haueisen,  near  Lobenstein,  Voigtland;  at  the  quicksilver  mine  (anal. 
4)  and  at  Pfingstweise  (anal.  5).  near  Kms.  Also  found  as  an  incrustation  of  cubes,  with  planes  1 
and  2-2,  on  decomposed  galenite  and  blende,  at  Phenixville,  Pa. 

87.  ULIiMANNITE.  Nickelspiesglaserz  (fr.  Siegen)  UUmann  {his  discov.  in  1803),  Syst.-Tab., 
Itifi,  379,  1814.  Nickelspiessglanzerz  ^Taws/??,.,  Haudb  ,  192,  1813.  Antimonnicl-:elglauz,  Nick- 
elantimonglanz,  Antimon-Arseuiknickelglanz,  Germ.  Nickel  Stibiue;  Nickehferous  Gray  An- 
timony.    Antimoine  sulfure  nickelifere  K,  1822.    Ullmannit  Frobd,  1843. 

Isometric.  Observed  planes,  (9,  1,  Zy  f.  5,  6,  7.  Cleavage:  cubic, 
perfect.    Occurs  also  massive  ;  structure  gramilar. 

H.=:5  — 5'5.  CT.=r6-2  — G"51 ;  6'352 — 6'506,  Harzgerode,  Ramm.  Lustre 
metallic.    Color  steel-grav,  inclining  to  silver-white.  Brittle. 

Comp.— Ni  S'  +  Ni  (Sb,  As)^  Ramm.,  or  Ni  (S,  Sb,  As)^=(arsenic  excluded)  Nickel  27-7, 
antimony  57-2,  sulphur  15-1  =  100.  The  arsenic  is  sometimes  wanting,  as  in  anal.  3,  4.  Analyses: 
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1,  Klaproth  (Beitr.,  vi.  329);  2,  Ullmaim  (Syst.  tab.  Uebers.,  394);  3,  4,  H.  Rose  (Pogg.,  xv.  588) 
5,  Ranimelsberg  (Pogg.,  Ixiv.  1S9): 


As 

Sb 

S 

1. 

Frcusberg 

11-75 

47-75 

15-25 

25-25  =  100  Klaproth. 

Siegeu 

9-94 

47-56 

16-40 

26-10=100  Ullmann. 

3. 

55-76 

15-98 

2 7 -3 u  =  99- 10  H.  Rose. 

4. 

51-47 

1 5-55 

28-04=98-06  H.  Rose. 

5. 

Harzgerode 

2-65 

50-S4 

17-38 

29-43,  Fe  1-83  =  102-13  Ramm. 

Pyr.,  etc. — In  the  closed  tube  gives  a  faint  white  sublimate.  In  the  open  tube  sulphurous 
end  autimonous  fumes,  the  latter  condensing  on  the  walls  of  the  tube  as  a  white  non-volatile 
sublimate.  B.B.  on  charcoal  fuses  to  a  globule,  boils,  and  emits  antimonous  vapors,  wliich  coat 
tlie  coal  white  ;  treated  with  borax-glass  reacts  like  gersdorffite.    Some  varieties  contain  arsenic. 

Decomposed  by  nitric  acid,  forming  a  greeu  solution,  with  separation  of  sulphur  and  antimonous 
acid. 

Cbs. — Occurs  in  the  Duchv  of  Xassau,  in  the  mines  of  Freusburg,  with  galenite  and  chalcopy- 
rite;  in  Siegen,  Prussia;  at  Harzgerode  and  Lobenstein. 

Rammelsberg  calls  an  ore  from  the  Harz  bournonii-nickilglanz.  It  occurs  in  cubes ;  H.=4-5. 
G.  =  o'6'65 — 5-706.    Analysis  (Pogg.,  Ixxvii.  254j: 

As         Sb  S  Ni         Co        Pb        Cu  Fe 

28-00       19-53       16-86       27-04       1-60       5-13       1-33       0-51  =  100 
It  comes  from  Wolfsberg  in  the  Harz. 

88.  CORYNITE.    Korynit  v.  Zepharovich,  Ber.  Ak.  Wien,  li.  117,  1865. 

Isometric.   In  octahedrons,  with  convex  faces.   Also  in  globular  groups. 

H.=4-5— 5.  G.==5-99I:;  5-95— 6-029,  v.  Z.  Lustre  metallic.  Color 
silver- white,  inclined  to  steel-gray  on  fresh  fracture ;  streak  black.  Opaque. 
Fracture  uneven. 

Comp. — Ni  S^  4-1^1  (As,  Sb)^,  or  like  ullmannite,  and  differing  in  that  the  arsenic  present 
exceeds  in  amount  the  antimony.    Analj^sis :  v.  Payer  (1.  c.) : 

As  Sb  S  Ni  Fe 

37-83  13-45  17-19  28-86  l-98  =  99-31 

Pyr.,  etc. — In  the  open  tube  affords  sulphurous  acid  and  a  crystalHne  white  sublimate.  In 
the  mattrass  also  finally  a  narrow  yellowish-red  and  a  broader  yellow  zone.  B.B.  on  charcoal 
fuses  easily  at  surface,  yielding  fumes  of  sulphurous  acid  and  antimony.  With  borax-glass 
reactions  of  iron,  cobalt,  and  finally  nickel,  with  an  arsenical  odor. 

Obs. — From  Olsa,  in  Carinthia,  with  bouruonite ;  crystals  about  2|  mm.  througli. 

Named  from  KopOi^r,,  a  club. 

89.  LAURITS.    Laurit  Wdhler,  Ann.  Ch.  Pharm.,  cxxxix.  116. 

Isometric.  In  small  octahedrons,  with  faces  of  the  cube,  and  2-2,  ^-2. 
Cleavage:  octahedral  distinct. 

H.  above  7.  G.=:6'99,  v.  Waltershausen.  Lustre  metallic,  bright. 
Color  dark  iron-black  ;  powder  dark-gray.  Brittle. 

Comp.— Sulphid  of  osmium  and  ruthenium.  Perhaps  1 2  Ru^  S'  +  Os  S^  or  Ru  S-  [  +  -/j  Ru'  Os] 
=  Sulphur  3Z-12,  Ru  62-88,  Os  5-00^100.    Analysis:  Wohler  (1.  c): 

S  31-79  [Os  8-03]  Ru  65-18  =  100 

The  osmium  was  determined  by  the  loss,  and  the  ruthenium  was  not  wholly  pure  from  it,  the 
amount  used  for  analysis  having  been  but  0-3145  grain. 

Fyr.,  etc. — Heated  it  decrepitates.  B.B.  infusible,  giving  first  sulphurous  and  then  osniic  acid 
fumes.    Not  acted  upon  by  aqua  regia,  or  by  heating  with  bisulphate  of  potash. 

Obs. — From  the  platinum  washings  of  Borneo.  Found  among  fine-grained  platinum  which 
had  been  brought  from  Borneo. 
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90.  MARCASITE.  Not  Marchasite  [=Crysl.  Pjrite]  Arab.,  Agric,  1540  ;  mncJcel,  n-25  ;  Wall, 
1747;  Cromt.,  n ;  Linn.,  176S;  de  Lisle,  17S3.  ?  Pyrites  argenteo  colore,  Germ.  Wassevkiea 
o.  "Weisserkles,  Agric.  Interpr.,  477,  1546;  Ferruna  jecoris  colore,  Germ.  Labererz,  pt..  Agric, 
ib.,  469.  Vattenkies  [=Wasserkies]  pt..  Pyrites  fuscus  pt,  P.  aquosus  pt..  Wall,  2]'2.  '747. 
Swafwelkies  pt.  Cronst,  184,  1758.  Pyrites  lamellosus  Born.,  Lithoph.,  ii.  10(),  1772  P. 
aquosus?  id.,  107.  Pyrites  rlioraboidales  pt,  de  Lisle.  Crist.,  1773,  iii.  242.  ITSo.  Pyritea 
lamelleuse  en  cretes  de  coq  [=Cockscorab  Pyrites]  For.bL  Cat.,  1772  ;  da  Lisle,  Crist.,  iii.  2.2, 
1783.  Pyrites  fuscus  lamellosus  Wall,  ii.  1.34,  1778.  Stralilkies,  Leberkios  [=Radiatel 
Pyrites,  Hepatic  Pyrites]  pt.,  Wern.,  Bergra.  J.,  178'.^.  Fer  sulfure  var.  radie  K,  Tr.,  ISO', 
Brongn.,  Tr.,  1S07.  Wasserkies  (Dichter  o.  Leberkies,  Stralilkies,  Haarkies  pt.)  ILi'ism., 
Handb.,  14  9,  1813.  Fer  sulfure  blanc  pt.  H.  White  Pyrites  Aikin,  Min.,  1814.  Fer  sulfuri 
prismatique  rlioraboidale  Bourn.,  Cat.,  301,  1817.  Pris.nuic  Iroa  Pyrites  Jam-iS..  iii.  297,  1820. 
Karamkies,  Speerkies,  Zellkies  pt.,  Germ.  Cadcscj  ub,  Spear,  and  Cellular  Pyrites.  Markasit 
Haid.,  Handb.,  467,  501,  1845. 


Ortliorliombic. 
1-32ST. 

0  A  1  =  116° 


/A  7=106= 


5',   0  A  1-7: 


1 


0  A  14=158  27 
0  A  1-2=130  10 


1  A  1,  mac 


115^10'  1-zAl-I: 
1  A  1,  brack.,  =  89  6  \-i  A 

1  A  1,  l3as.,  =  126  10  In  i-i. 


61:°  52' 
:80  20 

126  57 


Cleavage:  /  i\ather  perfect ;  1-Hn  traces.  Twins:  plane 
of  composition  /,  sometimes  consistino;  of  five  individuals, 
nnited  by  the  acute  lateral  angle  (f.  97) ;  also  others  with 
composition  parallel  to  Also  globular,  reniform,  and 

other  imitative  shapes — structure  straight  columnar  ;  often 


massive,  columnar,  or  cfranular. 


n.  =  6-6-5.  G.=4-67S~1:-S1:7.  Lustre  metallic.  Color 
pale  bronze-yellow,  sometimes  inclined  to  green  or  gray. 
Streak  grayish  or  brownish-black.  Fracture  uneven.  Brit- 
tle. 


0 

1 

/ 

i-i 

Observed  planes. 


Comp.,  Var. — Fe  S^  like  pyrite. 

The  varieties  that  have  been  recognized  depend  mainly  on  state  of  crystallization. 

1.  Radiattd  {StraMldes):  Radiated;  also  the  simple  crystals. 

2.  Cockscomb  P.  {KammJci'-S] :  Aggregations  of  Hatteuod  crystals  into  crest-like  forms, 

3.  Spear  P.  {Speerkies):  Twin  crystals,  with  reentering  angles  a  little  like  the  head  of  a  spear 
m  form. 

4.  Capillary  {Haarkies) :  In  capillary  crystallizations. 

5.  Hepatic  P.  {Leberkies  and  Pyrites  fuscus  pt. ) :  The  massive  of  dull  colors,  being  named  from 
f-  f,  liver;  but  including,  among  the  older  mineralogists  especially,  brown  specimens  of  any 
pyrite.  altered  more  or  less  to  limonite. 

6.  Cellular  P.  {Zdlkies) :  In  cellular  specimens,  formed  by  the  incrustation  of  the  crystals  of 
other  minerals  that  have  disappeared;  partly  pyrite. 

7.  Arsenical:  Nearly  white  in  color  (in  part  kyrosite  Breith.,  and  weisskupfererz)-,  contains  a 
trace  of  arsenic. 

Analyses:  1,  Hatehett  (Phil.  Trans.,  825.  1804);  2,  3,  Berzelius  (Schw.  J.,  xxvii.  67);  4, 
Scheidliauer  (Pogg.,  Ixiv.  2b2j;  5,  Trapp  (B.  H.  Ztg.,  xxiii.  55): 
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Fe  S 

1.  46-4  53-6=:100  Hatchett. 

2.  45-66  54-34=100  Berzelius. 

3.  Spear  P.  45-07  52-35,  Mn  O'TO,  Si  0-80  =  99-P2  Berzelius. 

4.  Kyrosite  45  60  53-05,  Cu  1-4],  As  0-93  =  100-99  Scheidhauer. 

5.  MiiQsterthal,  Baden       46  93  51 -95  =  98-88  Trapp. 


Pyr. — Like  pyrite.    Tery  liable  to  decomposition ;  more  so  than  pvrite. 

The  kyrosite  Breith.,  called  also  vjeisskupftrerz,  Char.,  1823,  111,  246,  and  arsenid  of  copjjer,  13 
from  the  Jiline  Briccius,  near  Annaberg.  A  Chilian  tueisskupfererz  contains,  according  to  Plattnet 
(Breith.,  in  Pogg,  Iviii.  2Sn,  12-9  p.  c.  of  coppor,  besides  iron  and  sulphur,  but  no  arsenic. 
Another  so  called,  from  Schneeberg,  is,  according  to  v.  Kobell  (J.  pr.  Ch.,  Ixxl.  159),  impure 
marcasite.  Weisskupfererz  !  also  called  iveisskupfer  and  loeisserz)  occurs  as  the  name  of  a  species  in 
aU  the  mineralogical  works  of  last  century,  from  llenckel's  Pyrotology,  in  1725,  where  it  is  called 
a  whitish  copper  ore,  and  placed  near  tetrahedrite ;  a'nd  the  light  color,  from  Henckel  down,  is 
attributed  to  the  presence  of  arsenic.  It  has  finally  been  run  out  as  mostly  impure  marcasite ; 
and  the  domeykite  and  related  species  (p.  3B)  are  now  the  only  true  white  copper. 

Obs. — The  spear  variety  occurs  abundantly  in  the  plastic  clay  of  the  brown  coal  formation  at 
Littwitz  and  Altsattell,  near  Carlsbad  in  Bohemia,  and  is  extensively  mined  for  its  sulphur  and 
the  manufacture  of  the  sulphate  of  iron.  The  radiated  variety  occurs  at  the  same  place ;  also  at 
Joachimsthal,  and  in  several  parts  of  Saxony.  The  cockscomb  variety  occurs  with  galenite  and 
fluor-spar  in  Derbyshire ;  crystals  near  Castleton  in  Derbyshire ;  near  Alston  Moor  in  Cumber- 
land; near  Tavistock  in  Devonshire ;  and  radiated  at  East  Wheal  Rose  and  elsewhere  in  Cornwall. 

At  Warwick,  N.  T.,  it  occurs  in  simple  and  compound  crystals,  in  granite,  with  zircon.  Hustis's 
farm,  in  PhiUipstown,  N.  Y.,  affords  small  crystals,  referred  by  Beck  to  this  species,  occurring  in 
maguesian  Umestone.  Massive  fibrous  varieties  abound  throughout  the  mica  slate  of  New  Eng- 
land, particularly  at  Cummington,  Mass.,  where  it  is  associated  with  curamingtouite  and  garnet. 
Occurs  at  Lane's  mine,  in  Monroe,  Conn.,  and  m  the  topaz  and  fluor  vein  in  Trumbull;  also  in 
gneiss  at  East  Haddam  ;  at  Haverhill,  X.  H.,  with  common  pyrite.  In  Canada  in  Xeebing.  a  few 
miles  east  of  the  Karaanistiquia  R. 

Marcasite  is  employed  in  the  manufacture  of  sulphur,  sulphuric  acid,  and  sulphate  of  iron, 
though  less  frequently  than  pyrite.   Its  color  is  considerably  paler  than  that  of  ordinary  pyrite. 

The  word  marcasite,  of  Arabic  or  Moorish  origin  (and  variously  used  by  old  writers),  was  the 
name  of  common  crystallized  pyrite  among  miners  and  mineralogists  in  later  centuries,  until  near 
the  close  of  the  last.    It  was  first  given  to  this  species  by  Haidiuger  in  1845. 

The  species  is  probably  recognized  by  Agricola  under  the  name  loasserkies  and  lebererz;  and 
also  under  the  same  by  Cronstedt ;  and  it  is  Wasserkies  of  Hausmann  in  both  editions  of  his  great 
work.  This  name,  wasserkies  (pyrites  aquosus,  as  Cronstedt  translates  it),  is  little  applicable ; 
yet  may  have  arisen  from  the  greater  tendency  of  the  mineral  to  become  moist  and  alter  to  vitriol 
than  pyrite — if  it  be  not  an  early  corruption,  as  Agricola  seems  to  think  (see  above),  of  Wtisserkies 
(white  iron  pyrites).  It  appears  to  have  been  used  also  for  easily  decomposable  pyrite ;  and 
pyrrhotine  was  also  included  under  its  other  name,  pyrites  fv.scus.  The  rhombic  crystallization  is 
mentioned  by  de  Lisle  ;  but  Ilauy  long  afterward  considered  it  only  an  irregularity  of  common  iron 
pyrites.  Marcasite  is  made  by  Breithaupt  (J.  pr.  Ch.,  iv.  257,  1835)  a  generic  name  for  the 
various  species  of  pyrites. 

LoN'CHiDiTE  Breit.  &  Plattn.,  Pogg.,  Ixxvii.  135  (Kausimkies,  Br.  Char.,  254,  1832),  This  mineral 
appears  to  be  a  mixture  of  marcasite  and  mispickel.  Breithaupt  gives  for  it  the  angles  104''  20' 
for  /A  I,  and  100'  36'  for  the  brachydome.  H.  =  6-5.  G-.=4-925— 5.  Color  tin-white,  sometimes 
greenish  or  grayish;  streak  black.  Analysis  by  Plattner  [\oc.  cit.),  S  49-61,  As  4-40,  Fe  44-23, 
Co  0-35,  Cu  0-75,  Pb  0  20  =  99-54,  equivalent  to  24  of  marcasite  (Fe  S^)  and  1  of  Fe  As^  From 
Freiberg,  Schneeberg.  and  Cornwall. 

Alt. — Limouito  and  pyrite  occur  as  pseudomorphs  after  marcasite. 

91.  LEUOOPYRITE.  Prismatic  Arsenical  Pyrites  (coramunic.  by  Mohs)  pt.  Jameson,  iii.  272, 
1820.  Axotomer  Arsenik-Eaes  pt.  Mohs,  Grundr.,  525,  1823.  Arsenikalkies,  Arsenikeisen, 
Arseneisen,  pt.,  Ger/n.  Leucopyrite  pt.  Shep.,  Min.,  ii.  9,  1835.  Arsenosiderit  pt.  Glork., 
Grundr.,  321,  1839.  Mohsine  pt.  Chapman,  1843.  Lohngit  pt.  Raid.,  Handb.,  559,  1845. 
Siitersbergit  Kenng.,  Min.,  Ill,  1853. 


Orthorhombic.  Form  like  that  of  arsenopjrite,  and  probably  tlie  same 
in  angles  with  that  of  lolinij; ite.    Also  massive. 
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H.=5— 5-5.  G.  =  G-8-S-71;  6'SO  from  Andreasberg,  Illing ;  7*09 
from  Fossiim,  Sclieerer;  7'2S  from  Breitenbrami,  Belmcke ;  8"6T— S-7] 
from  Sclilaclming,  Weidenbuscli.  Liistre  metallic.  Color  between  silver 
white  and  steel-^rav.    Streidv  o-ravish-black.    Fracture  mieven.  Brittle. 


A.3 

S 

Fe 

70-09 

1-33 

2  7-:' 9 

=98-81  Sclieerer. 

70-22 

1-28 

2S-U 

=  99-64  Sclieerer. 

72-18 

0-70 

26-48 

=  99-36  Weid. 

69-35 

1-10 

27-41 

Sb  1-05  =  99 -41  Belmcke. 

70-59 

1-65 

28-67 

=  100-91  Illing. 

Comp.— Fe  As^=Arsenic  72  8.  iron  27  2— 100:  or  (Fe,  Xi,  Co)  As".  Analyses;  1,  2,  Scheerer 
(Po2-u-..  xlix.  586,  1.  153):  3.  Weidenbuscli  (Rose's  Kr3-st.  Cli.,  54);  4,  Belmcke  (Pogg.,  xcviii. 
lS7j;  5,  Iliing  (ZS.  nat.  Ver.  Halle,  1854.  339): 

1.  Fossnm,  Xorwn^ 

2.  ■'  " 

3.  Scliladming 

4.  Breitenbruun 

5.  Andreasberg 

Pyr. — In  the  closed  tnbe  gives  a  snblimate  of  metallic  arsenic ;  in  the  open  tube  a  white  sub- 
limate of  arsenous  acid,  with  traces  of  sulphurous  fumes.  B.B.  on  charcoal  gives  the  odor  of 
arsenic ;  in  O.F.  a  white  coating  of  arsenous  acid,  and  in  R.F.  a  mag-netic  globule.  With  the 
tluxes  the  roasted  mineral  reacts  only  for  iron. 

Obs, — Occurs  with  copper  nickel  at  Schladruing;  at  Ehrenfriedersdorf,  in  Saxony;  at  Saters- 
berg.  near  Fossum,  in  Norway. 

A  crystal  of  arsenical  iron,  weighing  two  or  three  ounces,  was  found  in  Bedford  Co.,  Penn.,  but 
it  is  not  known  under  what  circumstances ;  and  in  Randolph  Co.,  N.  C,  a  mass  of  nearly  two 
pounds  weight.  Whether  these  were  leucopyrite  or  lolingite  is  uncertain.  Also  found  at  Paris, 
Maine. 

The  name  leucopvrite  is  derived  from  Xcvkosj  luhiie,  and  pyrites;  it  was  given  by  Shepard  in 
1835. 

92.  RAMMELSBERGITE.    Weissuickelkies  Hoffm.,  Pogg.,  xv.  491,  1829.  Rammelshergile 
Dana,  Min.,  61,  1854.   [Xot  Raramelsbergite  (Syn.  of  Chloanthite)  Haid.,  Handb.,  1845.] 

Ortliorbombic  ;  I A  /:=123°— 124°  ? 

H.rr:5-25— 5-75.  G.  =  7*099— 7-188  Breitli.  Slightly  ductile.  Otherwise 
like  the  preceding. 

Comp. — Xi  As^,  like  chloanthite = Arsenic  IVI,  nickel  28-3=100.  Analysis:  1,  Hoflfmann 
(I.C.): 

As         Ni         Bi         Cu  S 
Schneeberg       71-30       28-14       2-19       1-50  0-14=102-27 

Pyr. — In  the  closed  tube  gives  a  sublhnate  of  metallic  arsenic ;  other  reactions  the  same  as 
with  niccolite  (p.  60). 

Obs. — Occurs  at  Schneeberg  and  at  Riechelsdorf.  It  was  first  separated  from  the  isometric 
white  nickel  by  Breithaupt. 


93.  LOLINGITE.  Syn.  same  as  for  LErcoPTRiTE  (p.  76),  with  also  Glanzarsenikkies  Breith., 
J.  pr.  Ch.,  iv.  260,  261,  1835.  Mohsine  pt.  Chapman,  Pract.  Min.,  138,  1813.  Lohngit  pt.  Haid., 
1845.    Geierite  (fr.  G-eyer)  BreWi.,  B.  H.  Ztg.,  xxv.  167,  1866. 

9''^  Orthorhombic.    Form  hke  that  of  mispickel,  l-l  A  l-i  — 

122^  Rose,  122^  20'  Breith.  Cleavage  :  rather  perfect  in  one 
direction.    Also  massive. 

^  H.  =  5-5-5.^  G.^6-2-743  ;  6-216  from  Gejer  ;  7-00- 
7*228  Irom  Beichenstein.  In  other  physical  characters  like 
leucopyrite. 

Comp.— Fe  As  +  Fe  As^= Arsenic  66-8,  iron  33-2  =  100.     Analyses:  1, 
Meyer  (Pogg.,  1.  154);  2,  Karsten  (Eisenhiitt,  ii.  19);  3.  Weidenbu^  ' 
Kryst.  Chem.,  54);  4,  Belmcke  (^Pogg.,  xcviiL  187);  5,  Hofmann  (Pogg-i  xv.  4&5*: 
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As 

S 

Fe 

1. 

Reiclienstem 

63-14 

1-63 

30-24,  gangue  3 -55  =  98-06  Meyer. 

2. 

65-88 

1-77 

32-35  =  100  Karflten. 

3. 

(( 

65-61 

1-09 

31  51,  gangae  1-04=99-25  Weid. 

4. 

Geyer 

68-94 

6-07 

32-92  feb  1-37  =  99-30  B. 

5. 

Reiclienstein 

65-99 

1-94 

28-06,  gangue  2-17=9816  Hofmann. 

The  last  analysis  affords  a  composition  intermediate  between  those  of  leucopyrite  and  lolingite. 
The  4th  is  between  this  species  and  mispickel,  and  has  been  called  geyerite.  It  is  tin-white,  with 
black  streak.    G.  =  0-32 1—6-246  Behncke,  6  550  Breith. 

Pyr. — Same  as  for  leucopyrite. 

Obs. — At  Reichenstein  in  Silesia,  in  serpentine,  with  arsenopyrite ;  at  Geyer  in  Saxony,  in 
crystals,  having  distinctly  the  form  of  arsenopyrite,  and  massive,  mixed  with  quartz ;  at  Loling, 
near  lluttenberg  in  Cariuthia,  in  slderito,  along  with  bismuth  and  scorodite. 

Xamed  by  Chapman  after  Mohs,  by  whom  the  mineral  was  first  described,  and  who  mentions 
L51ing  as  the  first  locality  at  which  it  was  found ;  but  as  mohsite  was  previously  given  to  a  variety 
of  menaccanite,  Haidiuger's  name  is  here  adopted. 


94,  ARSE3N0?,YRITS,  or  MISPICKEL.  ?  Lapis  subrutilus  atque  non  fere  aliter  ac  argenti 
spuma  splendcns  et  friabilis,  Germ.  Mistpuckel,  Agric,  Interpr..  465,  1546.  Pyrites  caudidus, 
AVasserkies  pt.,  Gesner,  Foss.,  15C5.  Arsenikaliskkies,  Mispickel,  JSenckel,  Pyrit.,  1725. 
Arsenikaliskkies,  Hvit  Kies  (=Pyrites  albus),  Mispickel,  Arsenik-Sten,  Wall,  227,  228,  1747. 
Mispickel,  Pyrite  blanche,  Fr.  trl.  Wall.,  1758.  Arsenikkies  Wern.,  1789.  Rauschgelbkies. 
Fer  arsenical  Fr.  Arsenical  Pyrites.  Dalarnit,  Giftkies,  Glanzarsenikkies,  Breiili.,  J.  pr.  Ch,, 
iv.  259,  261,  1835.    Arsenopyrite  Glock.,  Syn.,  38,  1847. 

Danaite=CobaltiG  Mispickel  (fr.  Franconia)  Hayes,  Am.  J.  Sci.,  xxiv.  386,  1833.  Kobaltar- 
senikkies  Germ.  ?Yermontit  (fr.  U.  S.)  Breith.,  1.  c.  Akoutit  (fr.  Sweden)  Breith.,  1.  c.  Thal- 
heimit,  Giftkies,  Breith.,  B.  H.  Ztg.,  xxv.  167,  1866. 

Orthorhombic.  /A  7=111°  53',  0  A  l-z=:119°  37';  a:h:  c=l-T588  : 
1  :  1-4793.  But  I A  /  varying  from  111°  to  112°  30',  and  l-^  A  l-l  from 
119^  30'  to  121°  30^    Observed  planes :  see  f.  98,  99,  100. 


100 


Franconia,  N.  H. 


Franconia,  KH.,  and  Kent,  N.Y. 


Danaite. 


0  A  1-2=118°  18' 
OAl  =115  12 
OAS  =98  55 
(9  A  3-1=99  37 


0  A  ^-z=15S°  23' 

o  Ayi=ud  16 

0  A  l-z=130  4: 
0  A  3-z=105  40 


l-^  A  l-l,  bas.,=120°  46' 
\-i  A  l-^,  bas.,  =  99  52 
3-^A3-^,  ib.,  =  148  40 
\-%A\'\  top,  =  118  32 


Cleavage  :  /  rather  distinct ;  0,  faint  traces.  Twins  :  composition-face  7, 
and  l-I.    Also  columnar,  straight,  and  divergent ;  granular,  or  compact. 


srLPnros.  etc. 
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H.=:5-5— 6.  G.=rG-0— 6-4;  6-269,  Franconia,  Kenngott.  Lnstre  metal- 
lie.  Color  silver-white,  inclining  to  steel-gray.  Streak  dark  grayisli-black 
Fracture  uneven.  Brittle. 


Comp.,  Var.— Fe  S'  +  Fe  As^=Fe  (As,  S)-=  Arsenic  46-0,  sulphur  19-6,  iron  34-4=100.  Part 
of  the  iron  sometimes  replaced  by  cobalt. 

Var.  1.  Ordinary.    Containing  little  or  no  cobalt. 

Breitliaupt  makes  /  \  7=111°  1'  and  l-iAl-i  =  120°  52'  for  cryst.  fr.  Dalarne,  Sweden  (hia 
dalaruite)  and  G.  =  3*G6 — 5'6',);  111°  27'  for  id.  fr.  Freiberg.  Chemnitz,  Munzig-,  Yillarica,  Brazil, 
PaeseiigL'bivge,  Zinuwald.  Altenberg,  with  G-.=5-S39— G-053 ; '  112°  4'  and  120°  30',  for  id.  fr.  Thal- 
heim  near  Stolberg  in  the  Erzgebirge,  Schlackenwald.  Cornwall,  with  Gr.  =  6-155 — 6-221  {giftkies 
and  iJmlhtinnte,  Breith.).    For  M.  of  Mt.  Sorata,  G.  =  6-25:)  D.  Forbes. 

2.  Coha'tic :  Dana.'ie.  Containing  4  to  10  p.  c,  of  cobalt,  and  giving  the  formula  (Co,  Fe)  (As, 
Sr.  /A /in  crvst.  fr.  Franconia,  N.  H.,  112'  1— 112\  l-I;  f-I=121'  30',  l-i  A  1-1=100°  15, 
Teschemachcr ;  /  /=:112'*33',  l-i  A  l-i=12L'  20',  l-l  A  1-1=99'  54',  Kenngott.  In  cryst.  from 
Skutterud,  /  . /=lir  40  —112°  2',  l-iAl-i  =  121°  30'.  Scheerer.  ^W/nonii(p  and  akontite  are 
cobaltiferons  (Breith.).  The  vermnntite  is  supposed  to  be  from  Vermont  [Franconia?]  ;  it  gave 
him  /  \  /=111'  38  .  and  (t.  =  G-207.  T!ie  akoutite  is  from  Hokansbo  and  Vena,  in  Sweden,  and 
gave  I A  /=110°  29',  with  a.  =  6-008  and  6-059.  For  D.  from  Mt.  Sorata,  librous,  G.  =  (j-94,  granular 
5-8G,  D  Forbes.  The  danaite  was  named  after  J.  Freeman  Dana,  who  first  made  known  the 
Franconia  locality. 

3.  XkcoJi/erovs.    Containing  nickel. 

4.  Argtuttfirouf^.  Containing  a  little  silver,  and  occurring  in  acicular  crystals  (Weisserz  pt. 
Wern.:  Fer  arsenical  argc'ntifere  //.    Fro  n  Bra  insdorf.  in  Sixony. 

Analyses:  1,  Scroaieyer  Schw.  J.,  x.  404) ;  >,  Chevreul  (Gill.  Ann.,  x\m.  84) ;  3,  Thomson  (Ann. 
Lye,  X.  York,  iii.  85);  4,  Baldo(Jahrb.  Min..  1866,  594);  5,  Weidenbusch  (Rose's  Kryst.  Ch..  56); 
6.  V.  Hauer  (Jahrb.  G.  Reichs  ,  iv.  4oi)) ;  7,  Freitag  (Ramm.  ]\[in.  Ch..  58) ;  8—11,  Behncke  (Fogg., 
xcviii.  184);  12,  Potyka  (Pogg.,  cvii.  :i04);  13,  B.  Forbes  (Phil.  Mag.,  IV.  xxix.  6);  14,  Kroeber 
(ib.,  xxix.  8);  lr>  16,  Winkler  (B.  H.  Ztg.,  xxv.  167);  17,  D.  Forbes  (L  c.) ;  18,  Scheerer  (Pogg., 
xlii.  546) ;  19,  Wohler  (Pogg.,  xhii.  591 )  i  20,  A.  A.  Hayes  (Am.  J.  Sci.,  xxiv.  386) ;  21,  J.  L.  Smith 
(Gillis's  Exped.,  ii.  102) ;  22,  D.  Forbes  (1.  c.) : 


As        S  Fe 

1.  Freiberg  42-88  21-08  36-04 

2.  "  43-418  20-132  34-938 

3.  "  45-74  19-60  33-93 

4.  Orawicza  43-85  20  60  35-59 

5.  Reichcnstein  45-92  19  26  33-08 

6.  Muhlbach  45-00  21-36  33-52 

7.  Johannisberg  41-91  21-14  36*95 

8.  Sahla,  Swed.  42-05  18-52  37-65 

9.  Altenberg,  Sil.  43*78  20-25  34-35 

10.  Freiberg,  Sax.  44-83  20-38  34-32 

1 1.  Landesiiuth,  SO.  44*02  19-71  34*83 

12.  Sahla  43-^6  19-13  34  78 
l:-!.  Inquisivi  46-95  18-12  34  93 

14.  Bolivia  43-68  16*76  34-93 

15.  Thalheim  44*00  19*77  34*02 

16.  Ehrenfriedersdorf  44*97  ]9*89  33-75 

17.  Mt.  Sorata  45-46  19*53  34  47 

18.  Skutterud,  Cohaltif.  46*76  17*34  26-36 

19.  "  "  47-45  17*48  30-91 

20.  'Fvancoma,  Danaite  41-44  17*84  32*94 

21.  Copiapo  44-30  2  i-25  30*21 

22.  Mt.  Sorata  42-83  18-27  29  22 


Co 


tr.= 
0-09, 


1-03, 
0*44, 
9-01 

4-  75 
6-45 

5-  84 
3-lL 


=  100  Stromeyer. 
=  98*488  Chevreul. 
=  99-32  Thomson. 
=  100*04  Baldo. 
gangue  1-97  =  100*23  "^^eid. 
=  99-88  llauer. 
=  ;00  Freitasr. 

Sb  1*10  =  99-32  B.    G.  =  5-82. 
Sb  1-05  =  99*43  B.    G.  =  6-042. 
=99*53  B.    G.  =  6*046. 
Sb  0-92  =  99-54  B.    G.  =  6-067. 
Sb  1-29,  Bi  0-14=98*60  Potyka.  G.  =  6*095. 
100  D.  Forbes. 

Ni  4*74,  Ag  0-09,  Au  0-002,  Sb  !!r.  =  100*202 

Kroeber. 

gangue  0*92  =  98*71  Winkler. 

gangue  0  22  =  99-86  Winkler. 

Xi  0-03,  Mn  0*14=100*07  Forbes. 
=  100-47  Scheerer. 
=  100*59  Wohler. 
=  98*67  Haves. 
=  100*60  Smith. 

Ni  0*81,  Mn  5*12,  Bi  0*64  =  100  Forbes. 


Jordan  has  analyzed  arsenopyrlte  from  near  Andreasberg  (J.  pr.  Chem..  x.  436)  and  obtained  As 
55-00(1,  8  8*344,  Fe  36*437,  Ag  0*011  =  99*792,  giving  nearly  the  formula  2  Fe  S  + 3  Fe  As''= Arsenic 
56*7,  sulphur  8-0,  iron  35*2  =  100.  Jordan  made  out  3  As,  S,  3  Fe,  which  requires  arsenic  52*9, 
sulphur  7-5  iron  39-6=luO. 

Baentsch  obtained  from  an  ore  from  the  coal  formation  of  Merseburg  (ZS.  Ver.  Halle,  vii.  372) 
A.S  38*^3,  S  21*70,  Fe  35-97,  Si  3*27,  Mg,  Ca  irace=99*17 ;  G.  =  5-36  — 5-66 ;  giving  the  formula 
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2  Pc  As'^H-S  Fe  S-.  Analysis  11,  by  Behucke,  corresponds  to  7  Fe,  6  S,  6  As.  The  discrepancy 
in  these  cases  may  be  owing  to  impurities. 

Pyr.,  etc. — In  the  closed  tube  at  lirst  gives  a  red  subhmate  of  sulphid  of  arsenic,  then  a  black 
lustrous  sublimate  of  metallic  arsenic.  In  the  open  tube  gives  sulphurous  fumes  and  a  white  f  ub- 
limate  of  arsenous  acid.  B.B.  on  charcoal  reacts  like  leucopyrite.  The  varieties  containing  cobalt 
give  a  blue  color  with  borax-glass  when  fused  in  O.F.  with  success've  portions  of  flux  until  all  the 
iron  is  oxydized.  Gives  fire  with  steel,  emitting  an  alliaceous  odor.  Decomposed  by  nitric  aci<] 
witli  separation  of  arsenous  acid  and  sulphur. 

Obs. — Found  principally  in  crystalhne  rocks,  and  its  usual  mineral  associates  are  ores  of  silver, 
lead,  and  tin,  pyrite,  chalcopyrite,  and  blende.    Occurs  also  in  serpentine. 

Abundant  at  Freiberg  and  Munzig,  where  it  occurs  in  veins;  at  Reichenstein  in  Silesia,  in  ser- 
pentine ;  in  beds  at  Breiteubrunn  and  Raschau,  Andreasberg,  and  Joachimsthal :  at  Tuuabcrg  in 
Sweden ;  at  Skutterud  in  Xorway ;  at  \Yheal  Mawdlin  and  Unanimity,  Coinwall,  and  at  other 
localities ;  in  Devonshire  at  the  Tamar  mines. 

In  Xeio  Hampshire,  in  fine  crystaUizations  in  gneiss,  at  Franconia  fc?awai^e)  associated  v/ith  chal- 
copyrite ;  also  al  Jackson,  and  at  HaverhiU.  In  Maine,  at  Blue  Hill,  Corinna ;  Newtield  (Bond's 
mountain),  and  Thomaston  (Owl's  head).  In  Vermont,  at  Brookfield,  Waterbury,  and  Stock- 
bridge.  In  MorS-s.,  at  Worcester  and  Sterling.  In  Conn.,  at  Chatham,  with  sm:iltite  acd  niccolite  ; 
at  ^lonroe  with  wolfram  and  pyrite;  at  Derby  in  an  old  mine,  associated  with  quartz;  at  Mine 
Hill.  Roxbury,  in  fine  crystals  with  siderite.  In  New  Jersey,  at  Franklin.  In  K  York,  massive, 
in  Lewis,  ten  miles  south  of  Keeseville,  Essex  Co.,  with  hornblende ;  in  crystals  and  massive, 
near  Edenville,  on  Hopkins's  farm,  and  elsewhere  in  Orange  Co.,  with  scorodite,  iron  sinter,  and 
thin  scales  of  gypsum ;  also  in  fine  crystals  at  two  localities  a  few  rods  apart,  four  or  five  miles 
north-west  of  Carrael.  near  Brown's  serpentine  quarry  in  Kent,.  Putnam  Co.  In  California,  Nevada 
Co.,  Orass  valley,  at  the  Betsey  mine,  and  also  at  Meadow  lake,  with  gold,  the  danaite  in  crystals 
sometimes  penetrated  by  gold.  In  S.  America,  in  the  San  Baldomero  mine  of  Mt.  Sorata  in  Bolivia, 
both  the  mispickel  and  danaite,  the  former  having  crystallized  out  of  the  latter  and  the  most 
abundant  ore ;  also  both  at  Inquisivi  in  BoMvia ;  also,  niccoliferous  var.,  between  La  Paz  and 
Yungas  in  Bolivia  (anal,  by  Kroeber). 

Alt. — Pseudomorphs  consisting  of  pvrite. 

94 A.  Plixiax.— Plinian  Breith.,  Pogg.,  Ixix.  430,  1846,  B.  H.  Ztg.,  xxv.  168,  1866.  Var.  of  Mis- 
pickel G.  Rose,  Pogg.,  Ixxvi.  84.  Monochnic,  according  to  Breithaupt,  who  figures  the  planes,  P 
(1-i).  M  {l-i).  I.  with  h  between  P  and  I,  and  o  below  /,  in  the  same  zone  with  P,  h,  I.  I  I=GV 
30Vi^  to  vertical  axis  51' 36'=P  Ai/;  PA;i=146' 0',  J/'A7i=134°  20  ,  o  A /i^: !  15°  55',  o  M=in^ 
33',  oaM=103°  15',  hAh=U9°  0',  P  on  edge  hh=\6l°  12',  Mon  edge  M=114°  12'.  Cleavage: 
P  and  if  distinct.    Also  massive. 

H.=:5-5— 6.  G-,  =  6-272— 6-292,  fr.  St.  Gothard;  6*299— 6-307.  fr.  Ehrcnfried.  Lustre  metallic. 
Color  tin- white ;  streak  black. 

Composition :  Fe  S^  +  Fe  As*^,  or  Fe  (S,  As)^,  like  arsenopyrite.  Analysis  by  Plattner  (Pogg.,  Ixix. 
430):  As  45-46,  S  20-07,  Fe  34-46  =  99-99. 

From  Ehrenffiedersdorf  in  crystals,  also  from  St.  Gothard,  according  to  Breithaupt. 

95.  GLAUCODOT.    Glaucodci  BreitJi.  &  Plattn.,  Pogg.,  Ixvii.  127,  1849. 

Ortliorhombic.  /A 11 2°  36';  form  like  that  of  arsenopyrite.  Cleav- 
age :  basal  perfect ;  prismatic  less  so.    Also  massive. 

H.  =  5.  G.=:5-9T5  — 6-003.  Lustre  metallic.  Color 
grayish  tin-white.    Streak  black. 

Comp.— (Co,  Fe)  S'  +  (Co,  Fe)  As^  with  Co  to  Fe  as  2  : 1  (or  Co,  Fe) 
(S,  As)-=Sulphur  19-4,  arsenic 45-5,  cobalt  23-8,  iron  1  l-3  =  lu0.  Anal- 
ysis :  PlatLner  (1.  c.) : 

As        S        Co'*  Fe 
Chili        43-20    20-21    24-77    11-^  9^  lOO'OS  Plattner. 
With  trace  of  nickel. 

Pyr, — In  the  closed  tube  gives  a  faint  sublimate  of  arsenous  acid. 
Tn  the  open  tube  sulphurous  fumes  and  a  subhmate  of  arsenous  acid. 
B.B.  on  charcoal  in  R.F.  gives  off  sulphur  and  arsenic,  fusing  to  a  feebly 
magnetic  globule,  which  is  black  on  the  surfcice.  but  on  the  fracture  has  a  fight  bronze  color  and 
a  rneLallic  lustre.  Treated  with  borax  in  R.F.  until  the  globule  has  a  bright  metallic  surface,  the 
flux  shows  a  strong  reaction  for  iron  ;  if  the  remaining  globule  is  treated  with  a  fresh  portion  of 
borax  in  O.F.,  the  flux  becomes  colored  smalt-blue  from  oxydized  cobalt. 

Obs.— Occurs  in  chlorite  slate  with  cobaltite,  in  the  province  of  Huasco,  Chili.  The  supposed 
g^aucodot  of  Orawicza  is  alloclasite  (p.  81.)  ' 
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96.  PACITE.    Rhombites  Pacites,  Pazit  (fr.  La  Paz),  Breith.,  B.  H.  Ztg.,  xxv.  167,  1866. 

Orthorlioinbic.  I^I=zlW  2^^  l-^Al-^,  over  0,  119°  56'.  Occurring 
planes  0,  /,  l-I.  Measurements  only  approximative.  Cleavage  :  /  rather 
indistinct.    Also  massive. 

H.z=l— 4-5.  G. =6-297— 6-303,  Weisbacli.  Lustre  metallic.  Color  tin- 
white,  inclining  to  steel-gray  ;  streak  black. - 

Comp.— Fe  +  4  Fe  As^=Arsenic  63-56,  sulphur  6-78,  iron  29-66  =  100.  Analysis  by  Winkler 
(1.  c): 

As  64-84    S  7-01    Fe  24-35    Co  0'13    Cu  O'll    Bi  0-10    Au,  Ag  0-006    gangue  2-88=99-426. 

Obs. — From  La  Paz  in  Bolivia,  in  masses  and  thin  plates  in  the  gangue,  with  native  gold  and 
bismuth. 

Xamed  from  the  locality,  or  its  Latin  signification,  po-x^  peace. 

97.  ALLOOLASITE.    Alloklas  TschermaJc,  Ber.  Ak.  Wien,  hii.  220,  1866,  Glaucodot  pt. 

Orthorhombic.    IaI^10Q°;  6>A1-I=11S°;  1-IA1-I=5S°.  Cleavage: 
0  and  /perfect. 
H.=l-5.    G.  =  6-6.    Color  steel-s-rav.    Streak  nearlv  black. 

Comp. — 2  Co  S'-r- Co  As'^ -4-4  Bi  As,  or  a  compound  related  to  glaucodot  and  cobaltite  +  4  Bi 
As:  or  3  Co  S  + 3  Co  As +  2  As  Tschermak. 
Analyses:  1,  Hein  (1.  c);  2,  3,  Hubert  &  Patera  (Jahrb.  Min.,  1848,  325): 

S        As       Bi       Au     Fe     Zn       Co  Xi 

1.  Orawicza    ]6-2.i    32-69    30*15    0-68    5-58    2-41    10-17  1-55  =  99-45  Hein. 

'2.  16-60    37-20    18-40     ir.      4-85    25-GO   =102-65  Hubert. 

3-\      "  19-78    43-63   4-56    32-02   =99-99  Patera, 

3  After  subtracting  gold,  silica,  and  bismuth. 

Pyr.,  etc. — B.B.  on  charcoal  gives  arsenic  fumes,  and  a  bismuth  coating.    Fuses  to  a  dull 
globule.    Soluble  in  nitric  acid,  leaving  a  residue  of  gold. 
Obs. — Occurs  at  Orawicza,  Hungary. 

Xamed  from  a\\>i,  kX  iw,  because  its  cleavage  differs  from  that  of  arsenopyrite  and  marcasite, 
which  it  resembles. 

98.  SYLVANITE.  Weissgolderz  3Tulk7'  v.  Beichemtein,  Ph.  Arb.  eintr.  Fr.  "Wien,  Qu.  3,  48. 
Or  blanc  d'Offenbanya,  on  graphique,  Aurum  graphicum,  v.  Born,  Cat.  de  Raab,  iL  467,  1790. 
Prismatisches  weisses  G-olderz  v.  Fichiel,  Min.  Bemerk.  Carpathen,  ii.  108,  1791,  Min.,  1?4,  1794; 
Aurum  bismuticum  Schmeisser,  Min.,  ii.  28,  1795.  Schrifterz  Esmark,  K".  Bergm.  J,,  ii.  10, 1798) 
Wern.,  1800.  Sylvane  graphique  Broch.,  1800.  Tellure  ferrifere  et  aurifere  K,  1801.  Schrift- 
TeUur  Hausm.,  1813.  Graphic  Tellurium  Ailin,  1814.  GoldteUur.  Tellure  auro-argentifere 
H.,  1822.  Sylvane  Beud.,TT.,  1832.  Sylvanit  Xecker,  Min.,  1835.  AuroteUurite  Z>yna,  Miu., 
390,  1837. 

Or  gris  jaunatre  v.  Born.  1.  c.  1790.  Gelberz  Karsten,  Tab.,  56,  1800.  Sylvane  blanc  Broch., 
1800.  Tellure  aurifere  etplombifere  pt.  H.,  18ul.  Weiss-Sylvanerz  Wern..  1800,  Ludwig,  i.  55, 
1803.    TVeisstellur  Zra!m/i.,  1813.    YeUow  Tellurium  JLiA'iri,  1814.    Miillerine  Tr.,  ii.  541, 

1832.  Miillerite. 

Monoclinic,  Eose,  Koksch.    (7=55°  2iy,  7a 7=91°  26',  OA  14  =  121° 
21' ;  a:l\  c=l-T732  :  1 :  0-S89,  Koksch.  Observed  planes  :  0 ;  vertical,  7,. 
i-2  ;  domes,  1-1 ;  octahedral,  |-2,  1-^,  1-7. 

6^A^-^=121:°  39^       ^'-^  A  7=137°  13'       ^'-^  A  1-2=128°  21' 
0  A— 1-1  =  14:4:  ^-^A^-2  =  151  3T       i-iAi-l=10J  12 

OaI  =132  26^       i-i A  1  =  14:1  51       i-i Al-7=  99  Uh 

6 
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Cleavage : 
face 


i-l  distinct.  T\vins  :  composition- 
as  in  the  ligiire.    Also  massive  ;  imper- 


fectlv  colmnnar  to  granular. 

H'.r=l-5-2.  G.  =  5-T32;  8-28,  Petz.  Lustre 
metallic.  Streak  and  color  pure  steel-graj  to  sil- 
ver-white, and  sometimes  nearly  brass-yellow. 
Fracture  uneven. 

Oomp.,  Var.— (Ag,  Au)  Te^=  (if  Ag:Au=l  :  1)  Tellurium 
55-8,  gold  28-5,  silver  15'7  =  loO.  Antimony  sometimes  replaces 
part  of  the  tellurium,  and  lead  part  of  the  otlier  metals. 

Var.  1.  Sylvanite.  (Schrifterz  IFerw.,  etc.,  1  st  par.  Syn.)  Con- 
taining little  or  no  lead.  G.  =  7*5 — S'n.  Anal.  1-7.  The  angles 
given  above  are  of  this  variety,  and  are  from  Kokscharof. 

2.  MuUerite.  Gelberz  Karsien,  Weisstellur  Wern.^  etc.,  2d 
par.  Syn.)  Containing  much  lead.  Anal.  8-1 C  Haidinger  gives 
the  annexed  figure  and  angles  for 
the  loeisstellur^  making  it  different 
in  dimensions  from  the  preceding. 
MaM=:105'  31)',  OAa^loS"  30', 
OAa=143"  5'.  It  is  from  Nag- 
yag.  G.  =  7-99  -8-33.  The  yel- 
low color  does  not  distinguish  the 
two  varieties,  and  the  propriety 
of  separating  them  is  doubtful. 
Much  of  tlie  so-called  gelherz  {yel- 
low ore)  is  not  muUerite,  as  shown  by  Petz's  analyses. 

Analyses :  1,  Klaproth  (Beitr..  iii.  IG  ■ ;  2,  Berzelius  (Jahresb.,  xiii.  162,  analysis  imperfect) ;  3-9, 
Petz  (Pogg.,  Ivii.  472);  lo,  Klaproth  (Beitr.,  iii.  20): 


103. 

/c/ 

a 

M 

H 

a  /, 

Te 

Sb 

Au 

Ag 

Pb 

1.  Offenbanva 

60- 

30- 

10- 

 =100  Klaproth. 

2. 

52- 

tr. 

24-0 

11-3 

1-5,  Cu,  Fe,  S,  As  tr.  B. 

3. 

G.= 

B-28 

59-97 

0-58 

26-97 

11--I7 

0-2.%  Cu  0-76=:l(i0  P. 

4. 

u 

58-81 

0-66 

26-47 

11-31 

2-75=  I0i»  Petz. 

5. 

White  cry  St.  G.= 

8-27 

55-39 

2-50 

24-89 

14-68 

2-54=100  Petz. 

6. 

G.= 

7-99 

48-40 

8-42 

28-98 

10-69 

3-51  =  100  Petz. 

7. 

Yellow  cryst.  G.=: 

8-33 

51-52 

5-75 

27-10 

7-47 

8-16=100  Petz. 

8. 

"  massive 

44-54 

8-54 

25-31 

10-40 

11-21  =100  Petz. 

9. 

49-96 

3-82 

29-6-2 

2-78 

13-82  =  100  Petz. 

10. 

Miillerite,  Gelberz 

44-75 

26-75 

8-50 

19-50,  S  0-5  =  100  K. 

Pyr.,  etc, — In  the  open  tube  gives  a  white  sublimate,  whicl:  near  tlie  assay  is  gray ;  when 
treated  with  the  blowpipe  flame  the  sublimate  fuses  to  clear  transparent  drops.  B.B.  on  charcoal 
fuses  to  a  dark-gray  globule,  covering  the  coal  with  a  white  coating,  wliich  treated  in  R.F.  disap- 
pears, giving  a  bluish-green  color  to  the  flame  ;  after  long  blowing  a  yellow,  malleable  metaUic 
globule  is  obtained.    Most  varieties  give  a  faint  coating  of  oxyd  of  lead  and  antimony  on  charcoal. 

Obs. — With  gold,  at  Offenbanya  in  Transylvania,  in  narrow  veins,  which  traverse  porphyry ; 
also  ac  Nagyag  in  the  same  country.  In  California,  Calaveras  Co.,  at  the  M clones  and  Stanislaus 
mines. 

Named  from  Transylvania^  the  country  in  which  it  occurs,  and  in  allusion  to  sylvanium,  one  of 
the  names  at  first  proposed  for  the  metal  teUnrium.  Called  graphic  because  of  a  resemblance  in 
the  arrangement  of  the  crystals  to  writing  characters. 

For  Kokscharof's  paper  on  cryst.,  see  Bull.  Ac.  St.  Pet.,  ix.  192.  His  b,  c,  a  are  c,  a,  m  of 
Brooke  and  MiUer. 


99,  NAGYAGITE.  Aurum  Galena,  Ferro.  et  particulis  volatilibus  mineralisatum,  Scopoh, 
Ann.  Hist.  Nat,  iii.  107;  v.  Born,  Lithoph.,  i.  68,  1772.  Nagiakererz  Wern.  Bergm.  J.,  1789. 
Or  gris  lamelleux  v.  Born,  Cat.  de  Raab,  1790.  Bliittererz  Karst,  Tab.,  56,  18()0.  Foliated 
Tellurium;  Black  Telluriura.  Elasraose  Beud.,  Tr.,  ii.  539,  1832.  Elasmosine  //mo/,  Min.,  i. 
185,  1841.    Nagyagite  Haid.,  Handb.,  566,  1845. 
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Tetragonal.    6>  A  1-^—127°  37';  a=l-2dS.    Observed  planes  as  in  the 
annexed  ligiire.     0  A  1=118°  37^  1  A  1  =  103°  14',  0  A  2-i=nr  4', 
2-^  A  2-^,  bas.,=:137°  52'.    Cleavage:  basal.  Alsd 
104  grannlarly  massive,  particles  of  various  sizes  ;  gener- 

allv  foliated. 

H.  =  l-l-5.  G.  =  6-85  — 7-2.  Lustre  metallic, 
splendent.  Streak  and  color  blackish  lead-gray. 
Opaque.    Sectile.    Flexible  in  thin  laminae. 

Comp.— Analyses :  1,  Klaproth  (Beitr.,  iii.  32);  2,  Brandes  (Scliw.  J.,  xxxv.  409);  3,  P.  Schon- 
leiu  (J.  pr.  Ch.,  Ix.  166);  4.  5,  Folbert  (Yerh,  Sieb.  Yer.  Nat.  Hermanns tadt,  viii.  99.  and  Kenng. 
Ueb.,  1856);  6,  S.  J.  Kappel  (Jahresb.,  1859,  77(i): 


Te 

S 

Pb 

Aa 

Ag 

Cu 

1. 

32-2 

3-0 

54-0 

9-0 

0-5 

1-3  =  100  Klaproth. 

2. 

31-96 

3-07 

55-49 

8-44 

tr. 

1-14=  100-10  Brandes. 

3. 

30-52 

8-07 

50-78 

9-i  1 

0-53 

0-99  =  100  Sclionleiu. 

4. 

17  22 

9-76 

60-83 

5-84 

 Sb  3-G9,  Se  ^z-.  =  97-34  Folbert. 

5. 

18-04 

9-68 

60  27 

5-98 

 8b  3-86.  Se     =  97-83  Folbert. 

6. 

1511 

8-56 

6010 

12-75 

1-S2 

 Se  1-6(3  =  100  Kappel. 

Sclioulein  found  in  other  trials,  Pb  51-OL  5106.  Te  26  67,  S  9-62,  10-59;  and  Petz  obtained 
(Fogg.,  Ivii.  478),  8-54,  7-81,  6-48  per  cent,  of  gold.  Schuulein's  and  Folbert's  analyses  (3-5) 
correspond  to  i  (Pb,  An) +  3  (Te,  Sb,  S)  Rainm.  in  SehoiJeiirs.  Te  :  S=l  :  3  nearly;  in  Folbert's 
Te  +  Sb  :  S=  1  :  2.    The  formula  for  the  latter  may  be  written  R  Te  +  R 

Pyr.,  etc. — In  the  open  tube  gives,  near  the  assay,  a  grayish  sublimate  of  antimonate  and 
tellurate,  with  perliaps  some  stilphate  of  lead;  fartlier  up  the  tube  the  sublimate  consists  of  anti- 
monous  acid,  which  volatilizes  when  treated  with  the  flame,  and  tellurous  acid,  which  at  a  high 
temperature  fuses  into  colorless  drops.  B.B.  on  charcoal  forms  two  coatings :  one  white  and 
volatile,  consisting  of  a  mixture  of  antiraonite,  tellurite,  and  sulphate  of  lead;  and  the  other 
yellow,  less  volatile,  of  oxyd  of  lead  quite  near  the  assay.  If  the  mineral  is  treated  for  some  time 
in  O.F.  a  malleable  globule  of  gold  remains ;  this  cupelled  with  a  little  assay  lead  assumes  a  pure 
gold  color.    Decomposed  by  nitro-muriatic  acid. 

Obs. — At  Xagyag  and  Ofienbanya  in  Transylvania,  in  foliated  masses  and  crystalline  plates, 
accompanying,  at  the  former  place,  rhodonite,  blende,  and  gold ;  and  at  the  latter,  associated  with 
antimonial  ores.  Folbert  states  that  the  Xagyag  crystals  examined  by  him  were  hexagonal  and 
not  of  the  tetragonal  system,  and  had  G.  =  6-680,  or  not  exceeding  this. 

Berthier  has  analyzed  another  ore  very  similar  to  the  above  in  plwsical  characters,  consisting 
of  Tellurium  13-0,  sulphur  ir7,  lead  63-1,  gold  6-7,  antimonj^  4-5,  copper  ru  =  100;  corresponding 
to  2 IS,  6Te,  4Sb,  ISPb,  2Au,  but  probably  impure  ^Wtll  sulphuret  of  antimony.  It  is  called 
Blatierine  by  Huot,  Min.,  i.  189,  1841. 

i^A)  SiLBERPHYLLiXGLAXz  BreUJi.  (Schw.  J.,  i.  178,  1828),  occurring  in  gneiss  at  Dcutsch-Pilsen, 
Hungary,  appears  to  be  related  to  nagyagite.  Its  color  is  blackish-gray;  structure  foliated  mas- 
sive, it  having  one  perfect  cleavage:  H.  =  l-2;  G.  =  5-8 — 5*9. 

According  to  Plattner  (Probirkunst,  3d  edit.,  421)  the  constituents  are  antimony,  lead,  tel- 
lurium, gold,  silver,  and  sulphur — 4*9  p.  c.  of  gold,  u-3  of  silver — the  sulphur  probably  in  com- 
bination with  the  antimony  and  lead.  Only  a  trace  of  selenium  was  found,  contrary  to  the  earher 
determinations  of  Harkort  and  Breithaupt. 

100.  COVELLITE.  Freie-shben,  Geogn.  Arb.,  iii.  129  (fr.  Sangerhausen) ;  Kupferindig  Breith., 
in  Hoffm.  Min.,  iv.  2,  178,  1817.  Indigo-Copper;  Blue  Copper.  Covelline,  touLfure  de  cuivre  du 
Vesuve,  Beud.,  ii.  409,  1832.  Breithauptite  Chapm.,  Min.,  125,  1843.  Cantonite  Pratt,  Am.  J. 
Sci.,  II.  xxii.  449,  xxiii.  409. 

Hexagonal.  Observed  planes :  0^  I ;  with  faces  of  two  hexagonal 
pyramids  1  and  i;  basal  edge  of  1,155°  21';  1  A  ^=150°  24'  Ivenngott. 
Cleavage  :  basal,  very  perfect.  Rarely  in  crystals.  Commonly  massive  or 
spheroidal ;  surface,  sometimes  crvstalline. 

H.  =  1'5  — 2.  G.  of  crystals— 1-590,  4-636,  Zepharovich.  Lustre  of  crystals 
Bubmetallic,  inclining  to  resinous,  a  little  pearly  on  cleavage-face ;  subre- 
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silioiis  or  dull  when  massive.  Color  indigo-blue  or  darker.  Streak  lead- 
gray  to  black,  shining.    Opaque.    Thin  leaves,  flexible. 

Comp.— 6u  S^=Cu  S=Sulphur  33-5,  copper  66-5  =  100.  Analyses:  1,  Walchner  (Schw.  J., 
xlix.  158);  2,  Covelli  (Ann.  Ch.  Phys.,  xxxv.  105);  3,  C.  v.  Hauer  (Ber.  Ak.  Wien,  xii.  22): 

S  Cu  Fe 

1.  Badenweiler       32-64  64  (73  0-462,  Pb  1-046  =  98-921  Walchner. 

2.  Vesuvius  32  0  66-0   =  98-0  Covelli. 

3.  Leogang  34-30  64-56  1-14=100  Hauer. 

A  Dillenberg  covellite  afforded  Grimm  (Jahresb.,  1850,  702)  66-82  bisulphid  of  copper,  3-90 
pyrite,  18-63  quartz,  and  10-57  Fe  Mn  H. 

Analysis  of  ore  of  Algodon  bay,  Bolivia,  by  v.  Bibra,  in  J.  pr.  Ch.,  xcvi.  202. 

Pyr. — In  the  closed  tube  gives  a  sublimate  of  sulphur;  in  the  open  tube  sulphurous  fumes. 
B.B.  ou  charcoal  burns  with  a  blue  flame,  emitting  the  odor  of  sulphur,  and  fuses  to  a  globule, 
which  reac^ts  like  chaicocite. 

Ohz, — With  other  copper  ores  near  Badenweiler  at  Leogang  in  Salzburg,  where  it  is  some- 
times iu  small  crystals  of  the  form  above  described;  at  Kielce  in  Poland;  Sangerhausen  in 
Saxony  ;  Mausfeld,  Thuriugia ;  Yesuvius,  on  lava ;  common  in  Chili ;  at  Algodon  bay  in  Bolivia. 

Xamed  after  Covelli,  the  discoverer  of  the  Yesuvian  covelhte,  by  Beudant,  and  without  refer- 
ence to  the  ore  as  previously  described. 

Covellite  is  a  result  of  the  alteration  of  other  ores  of  copper,  and  is  often  mixed  with  chaicocite 
or  copper-glance,  from  which  it  has  been  d;-'rived.    (S3e  Digenite  and  Carmenite,  p.  53.) 

(A)  Caxtoxite  is  covellite  from  the  Canton  mine,  G-aorgia,  occurring  in  cubes,  with  a  cubical 
cleavage.  It  is  associated  with  harrisite  (pseudomorphs  of  chaicocite  after  galenite,  see  p.  53), 
and  is  regarded  by  G-enth  as  a  pseudomorph  of  covellite  after  the  harrisite.  Genth  obtained  in 
his  analysis  (1.  c,  xxiii.  41 7 j,  S  32  76.  Se  trace,  Ag  0-36,  Cu  65-60,  Pb  O'll,  Fe  0-25,  insoluble  0-16 
=  99-24!! 

(B)  Alisoxtte  Field. — Alisonite  is  an  indigo-copper,  containing  a  much  larger  proportion  of 
lead  than  the  cantonite ;  but  it  is  probably,  like  that,  a  result  of  the  alteration  of  galenite.  The 
color  is  a  deep  indigo-blue,  tarnishing  on  exposure;  G.  =  6-10;  H.  =  2-5 — 3.  Ajialyses  by  F. 
Field  (1,  Am.  J.  Sei.,  II.  xxvii.  387  ;  and  2,  J.  Ch.  Soc,  xiv.  160): 

S  Cu  Pb 

1.  17-00  53-63  28-25  =  98-88 

2.  17  69  53-28  28-81  =  99-78 

Corresponding  to  8  Ou  S  +  Pb  S=S  17-78,  Cu  53*34,  Pb  28-88.  It  occurs  at  "  Miua  Grande  "  near 
Coquimbo,  Chili,  associated  with  cerussite,  malachite,  and  vanadate  of  lead  and  copper. 


3.  SULPHARSEOTTES,  SULPHAOTIMOOTTES,  SULPHO- 
BISMUTHITES.* 

The  species  here  included  are  arranged  according  to  the  amount  of  the  basic  metal  (lead,  silver, 
copper,  iron),  beginning  with  those  in  which  the  proportion  is  the  smallest.  Several  of  the 
species  require  more  investigation  : 

R:  S:  A        R:  S-f-A  F 

101.  Chalcostibite,  in.  1:4:2  1:6  Ou  S  +  Sb^S' 

102.  EirPLECTiTB,  III.  1:4:2  1:6  On  S  +  Bi^S' 

103.  Chiviatite,  III.  ?  1  :  5^  :  3  ?  (€u,  Pb)  S  +  |  Bi^S* 


*  In  the  table  of  species  the  system  of  crystallization  is  indicated  by  Roman  numerals 

I.  Isometric  System,  lY.  Monoclinic  System. 

II.  Tetragonal  System.  Y.  Triclinic  System. 

ILL  Orthorhorabic  System.  YI.  Hexagonal  System. 
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R:  S:  A 

104.  Berthierite.  III.  1:4:2 

105.  Sartorite,  III.  1:4:2 

106.  ZiNKENiTE,  III.  1:4:2 

Ul7.  JORDAXITE,  III. 

108.  MiARGYKiTE,  IV.  1:4:2 

]  09.  Plagioxite,  IV.  1  :  V- :  t 

110.  Binn'ite,  L  ?  1  :  3  :  ^■ 

111.  Broxgniardite,  I.  1 :  t :  1 

1 1 2.  Jamesoxite,  hi.  1 :  f  :  1 

113.  Dufrexoysite,  III.  1  :  f  :  1 

1 1 4.  Freieslebexite,  IV.  1  :  V"  •  5 

115.  PYROSTILPXTrE,  IV. 

1 1 6.  RiTTIXGERITE,  IV. 

1 1 7.  Pyraegyrite,  VI.  1  :  2  :  I 

118.  Proustixe.  VI.  1  :  2  :  f 

119.  BoDRXOXiTE,  III.  1  :  2  :  I 

120.  Stylotypite,  III.  1  :  2  :  f 

121.  WiTTICHEXITE,  IIL  1    2  :  | 

122.  BOULANGERITE,  III.  1  :  2  :  | 

123.  KOBELLITE.  III.  1  :  2  :  I 

124.  AiKDs-iTE,  III.  1  :  2  :  I 

125.  Tetrahedrite,  I.  1  :  |-  :  f 

126.  POLYTELITE 

127.  Texx.\xtite.  L  1  :  1  :  f 

128.  Mexeghixite,  IV.  1:^:1 

129.  Geocroxite,  III.  1  :  f  :  I 

130.  Stephaxite,  III.  1  :  f  :  f 

131.  POLYBASITE,  III.  1  :        :  -fo 

132.  ExARGiTE  1:4:3 

133.  XAXTHOCOX^TE 


Appex-dix.— 1 34.  Clayite.  I.  Pb,  Cu,  S,  As,  Sb, 


R:S+A  F 

1:6  FeS  +  Sb-S^ 

1:6  PbS  +  As'S^ 

1:6  PbS  +  Sb-S^ 

1:6  AgS  +  SlrS^ 

1:5  PbS  +  Sb-S^  +  iPb  S 

1:41  feuS  +  As-S^ 

l:3ir  2(Pb,  Ag)  S  +  Sb^S"-' 

1:3+  2  (Pb.  Fe)  S  +  Sb'S' 

I:  si  2PbS4-As-S=* 

1  :  3  t(Pb,  Ag)S  +  Sb^3^ 


1:21  BAgS  +  Sb^S"^ 

1  :  2|  3  Ag  S  +  As-S' 

1  :  2f  3  (eu,  Pb;  S  +  Sb'S' 

1  :  2|  3  (eu.  Ao-,  Fe)  S  +  Sl  "S' 

1  :  2i  3  eu  S  +  Bi-S' 

1  :  2|  3  Pb  S  +  Sb-S' 

1  :  2t  3  Pb  S  +  (Bi.  Sb)-S^ 

1  :  2|  3  (eu,  Pb)  S  +  Bi'S' 

1  :  21  4  (eu,  Ag,  Hg)  S  +  (Sb,  As)=S* 

1:21  4(eu,  Fe)S  +  As-S^ 

1  :  21  4  Pb  S  +  Sb-S^' 

1:2  5  Pb  3  +  (Sb,  AsfS' 

1:2  5AgS+Sb'^S^ 

1  :  li  10  (Ag.  eu)  S  +  (Sb,  Asj-S"-* 

3  eu  S+ As-S^ 


135.  BOLIYIAXITE,  III.  Ag,  S,  Sb. 


101.  CHALCOSTIBITE.  Kupferantimonglanz  ZinJcen,  Pogg.,  xxxv.  357,  1835.  Sulphurer 
of  Copper  and  Antimony;  Antimonial  Copper.  Rosite  Buot,  Min.  i.  197,  1841.  Clialkostibit 
Glock.,  Syn.,  3-2,  1847.    Woltsbergite  Nicoll,  Min.,  484,  1849. 

Ortliorhoinbic.  I A  7=101°,  {-2  A  ^'-2=138°  12',  i-2  A  ^  =  112=^  21'.  In 
t^niall  aggregated  tabular  prisms  presenting  the  planes  0,  /,  i-2,  i-i.  Cleav- 
age :  i-i,  very  perfect ;  0,  less  so. 

"H.=3— 4.  G.=1:-71:S,  H.  Kose;  5-015,  Breitli.  Lustre  metallic.  Streak 
black.  Color  between  lead-gray  and  iron-gray.  Opaque.  Fracture  con- 
clioidal. 

Comp.— eu  S  +  Sb^  Sulphur  25-7,  antimony  48-9,  copper  25-4=100.  Analyses:  1,  H. 
Rose  (1.  c.);  2,  T.  Riehter  (B.  H.  Ztg.,  1857,  No.  27): 

S  Sb  Cu         Fe  Pb 

1.  mifsberg       26-34       46-81       24-46       1-39       0-56=99-56  Rose. 

2.  Guadiz  25-29       48-30       25-36       1-^3   =100-18  Riehter. 

The  iron  is  supposed  to  exist  as  pyrite,  and  the  lead  as  featlier  ore. 

Pyr.,  etc. — In  the  closed  tube  decrepitates  at  first,  and  then  fuses,  giving  a  faiit  subhmate  of 
Bulpliid  of  antimony,  wbicli  on  cooling  is  dark  red ;  in  tlie  open  tube  gives  sulphurous  and  anti- 
monous  fumes,  the  latter  forming  a  white  subUmate.  B.B.  on  charcoal  fuses  to  a  globule,  emitting 
antimonous  fumes,  coating  the  coal  white;  the  globule  treated  with  borax  reacts  for  iron;  with 
soda  gives  a  globule  of  metallic  copper. 

Decomposed  by  nitric  acid,  with  separation  of  sulphur  and  oxyd  of  antimony. 
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Obs. — From  VTolfsberg  iu  the  Harz,  in  nests  imbedded  in  quartz ;  and  at  Guadiz,  Spam.  It  is 
usually  covered  with  a  coating  of  pyrite.  Glocker's  name  antedates  NicoU's.  Rosiie  has  an  earhei 
use. 

102.  EMPIiECTITE.  Wismuth-Kupfererz  (fr.  Tanueubaum)  Selh,  Tasch.  Min.,  xi.  441,  45 U 
1817.  Kupferwismuthglanz  R.  Schneider,  Pogg.,  xc.  166,  1853.  Eraplektit  Keying.,  Min.  Forsch., 
125,  1853.    Tannenlte  Dana,  Min.,  73,  1854.   Hemichalcit  v.  Kob.,  Gesch.  Min.,  600,  1864. 

Ortliorhombic.  /  A  7=92°  20',  0  A  1-2  =  141°  8'.^  In  thin  striated 
flattened  prisms.    Observed  planes,  /,  i-i,  i-f^       ^'-2,  h-l.  i-l  Al-t 

=  128°  52\  i-i  A  -i-'I=101:°  55',  i-l  A  ^-|=147°  23',  i-i  A  2-2=117°  30',  ^-f  A 
2-1=111:°  46',  2-2  A  2-2,  ov.  2-2=55°,  1-2  A  1-2,  top,=102°  16'. 

Lustre  briglit  metallic.    Color  grayish  to  tin-white. 

Comp.— -Gu  S  +  Bi^  S^=Sulphur  19-1,  bismuth  62-0,  copper  18'9  =  100.  Analyses  :  R.  Schneider 
(Fogg.,  xc.  166) : 

(I)  Sulphur  18-83       Bismuth  62-16       Copper  18-72=99-n 

"       22-4  "       52-7  "      20-6       Iron  4-lr=99-8 

Pyr.,  etc. — In  the  open  tube  gives  sulphurous  fumes.  B.B.  on  charcoal  fuses  easily,  with 
frothing  and  spirting;  treated  with  soda  coats  the  coal  dark-yeUow  from  oxyd  of  bismuth,  and 
gives  a  globule  of  copper. 

Decomposed  by  nitric  acid,  \vith  separation  of  sulphur. 

Obs.  —From  the  mines  of  Tanneubaum,  near  Schwarzenberg,  Saxony ;  also  from  Cerro  Blanco 
in  Copiapo,  Chih  (Ann,  d.  M.,  lY.  v.  459). 

On  cryst.,  see  Dauber,  Fogg.,  xcii.  241 ;  Weisbach,  Fogg.,  cxxviii.  435. 


103.  CHIVIATITE.    Chiviatit  Eamm.,  Fogg.,  Ixxxviii.  320. 

Foliated  massive ;  cleavable  in  tln-ee  directions  in  one  zone,  one  making 
an  angle  with  the  second  of  153°,  and  with  the  third  of  133°,  Miller. 

G.  =6*920.    Lustre  metallic.    Color  lead-gray, 

Comp.— (^u,  Fb)  S+  l  Bi^  S'=Sulphur  17-76,  bismuth  62  96,  lead  16-72,  copper  2-56=100 
Analysis  by  Rammelsberg  (1.  c.) : 

S  Bi  Fb        Cu        Fe        Ag  insol. 

18-00       60-95       16-73       2-42       1-02        ir.  0-59=99-71 

Pyr. — Same  as  for  aikinite,  Ramm. 

Obs. — From  Chiviato,  iu  Feru ;  along  with  pyrite  and  barite.    Resembles  bismuth-glance. 

104.  BERTHIERITE,    Haidingerite  Berthier,  Ann.  Ch.  Fhys..  xxxv.  351,  1827.  Berthierit 

mid.,  Ed.  J.  Sci.,  vu.  353,  1827. 

In  elongated  prisms  or  massive ;  a  longitudinal  cleavage  rather  indis- 
tinct.   Also  fibrous  massive,  plumose  ;  also  granular. 

H.  =  2— 3.  G.=4— 4*3.  Lustre  metallic,  less  splendent  than  stibnite. 
Color  dark  steel-gray,  inclining  to  pinchbeck-brown ;  surface  often  covered 
with  iridescent  spots. 

Comp.— Fe  S+Sb''  S^=Sulphur  29*9,  antimony  57-0,  iron  13-1=100.  Analyses:  1,  2,  3,  Ber 
thior  (Ann.  Ch.  Fhys.,  xxxv.  51);  4,  Rammelsberg  (Fogg.,  xl.  153);  5,  Fettko  (Haid.  Ber.,  i 
62);  6,  V.  Hauer  (Jahrb.  G.  Reichs.,  iv.  635);  7,  Sackur  (Ramm.,  Min.  Chem.,  988);  8,  Ramm.  (ZS. 
G.,  xviii.  244): 

S  Sb  Fe  Zn 

1.  Chazelles  30-3        52-0        16  0       0-30=98-6  Berthier. 

2.  Martouret  28-81       61-:-!4        9-85   =  1  ( )0  Berthier. 

3.  Anglar  29-18       58-65       12-17   =loO  Berthier 
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ft 

Sb 

Fe 

4. 

Briiunsdorf 

31-32 

54-70 

1 1  -4:^ 

5. 

Arany  Idka 

29-27 

57-88 

12-85 

6. 

Briiuusdorf 

30-53 

59-31 

10-16 

7. 

28-77 

5G-91 

10-55 

8. 

S.  Antonio,  Cal. 

29-12 

56-61 

10-09 

No. 
No. 


Anal.  3-£ 

l=3FeS  +  2Sb-S' 
2  =  3FeS  +  4Sb-  S= 


Zn 

0-74,  Mu  2-54=:  100-73  Ramm. 

 =10)  Pettko.    G. =4-043. 

 =100-73  Hauer. 

 Mn  3-73  =  99-96  Sackur. 

 Mn  3-56=99-3S  Ramm. 

correspond  to  the  above  formula. 

=Jrulphur  30-5,  antimony  51-7,  iron  17-8  =  100. 
= Sulphur  29-6,  antimony  60-0,  iron  10-4  =  10u. 


Pyi-,,  etc. — In  the  closed  tube  fuses,  and  gives  a  faint  subhmate  of  sulphur;  with  a  strong 
lieat  yields  a  black  sublimate  of  sulphid  of  antimony,  which  on  coohng  becomes  brownish-red. 
In  the  open  tube  gives  off  fumes  of  sulphur  and  antimony,  reacting  like  stibuite.  B.B.  on  char- 
coal gives  off  sulphur  and  antimony  fumes,  coats  the  coal  white,  and  the  antimony  is  expelled, 
leaving  a  black  magnetic  slag,  which  with  the  fluxes  reacts  for  iron. 

Dissolves  readily  in  muriatic  acid,  giving  out  sulphuretted  hydrogen. 

Obs. — At  Chazehes  and  Martouret  in  Auvergne,  associated  with  quartz,  calcite,  and  pyrite ;  in 
the  Vosges,  Commune  of  Lalaye,  containing  about  32  of  Sb  to  18  of  Fe ;  at  Auglar  in  La  Creuse; 
also  at  Briiunsdorf  in  Saxony,  and  at  Padstow  in  CornwalL;  at  Arany  Idka  in  Hungary;  at  Real 
San  Antonio,  Lower  Cahfornia.  massive;  near  Fredericton,  N.  Brunswick. 

Yields  antimony,  but  of  inferior  quality. 

105.  SARTORITE.  Skleroklas  +  Arsenomelan  v.  Waltershausen,  Fogg.,  xciv.  115,  1855,  c.  537. 
Skleroklas  v.  Bath,  ib.,  cxxii.  380.  Binnit  G.  Heusser,  Fogg.  xciv.  335,  1855,  xcvii.  120, 
Dufrenoysite,  pt.,  Duf.,  Tr.,  pi.  235,  f.  66.  DtbcL,  Ann.  d.  M.,  V.  viii.  389,  1855.  Arsenomelan 
Petersen,  Offenb.  Yer.,  vii.  13,  1866.    Sartorite  Dana. 


Ortliorhombic.    7a  7=123°  21^  0  A  1-7=131°  3' ; 


a 


h  : 


Observed  planes :  0  (broad) ; 


in  zone  i-i  (all  narrow, 
-I. 


elongated  and  cliannelled  in  tins  direction)  -x-r^-, 
'  -I.  ?  5-1,  10-L        in  zone       l-^,  ^-L  2-^ 


f  7,  l-I, 


'3 


planes),  v.  liatli. 


rl'USS 

the  cry 

I  1-7  5.-V 

1  (1 


:  1  : 

stals 

5.-7 


6>  A  1  =  127° 


126  40, 


calc. 
meas. 


105 


130  15,  meas. 


6>Al  = 
OM-i. 
6>A2-z=12S  56'. 
1  Al,  brach.,  =  91  22 
1  A  1,  inacrod.,  =  135  46 
1  Al,  ba5.,  =  105  3 


1  A  1-^=135 
1  A  1-7=157 


41 

53 


Crystals  slender.    Cleavage  :  0  quite  distinct. 

H.  =  3.  G.  =  5-393.  Lustre  metallic.  Color  dark  lead-gray;  streak 
reddish-brown.    Opaque.  Brittle. 

Comp.— l  b  S+ As-S^=Sulphur  26  39,  arsenic  30-93,  lead  42-63  =  100.  Analyses  :  1,  Walters- 
hausen  (Pogg.,  xcvii.  124);  2,  3,  Stockar-Esclier  (Kenng.  Ueb.,  56-57,  176): 


1.  Binnen 

2. 

3. 


S 

25-91 
25-30 
25-77 


As 
28-56 
26-33 
26-82 


Pb 
44-56 

46-  83 

47-  39 


0-  42 

1-  6-1 


Fe 

0-45  =  90-90  Walt. 

 =100-08  S.-E. 

 =99-98  S-E. 


Von  Waltershausen  states  that  his  analysis  (Xo.  1)  was  made  on  striated  crystals,  which  proves 
It  to  pertain  to  this  spernes  as  defined  by  v.  Ptath  (1.  c).    The  other  two  analyses  by  Stoekar- 
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Escher  may  have  been  made  on  material  containing  portions  of  the  other  prismatic  species  of  the 
locality;  yet  in  the  sulphur  and  arsenic  they  agree  with  ttie  other  analysis,  and  diverge  but  little 
hi  the  lead. 

Pyr.,  etc. — Nciarly  the  same  as  for  dufrenoysite,  but  differing  in  strong  decrepitation. 

Obs. — From  the  Binnin  vahey  with  dufrenoj'site  and  binnite.  As  the  name  Scleroclase 
is  inapplicable,  and  the  mineral  was  first  announced  by  Sartorius  v.  Waltershausen,  the  species 
may  be  appropriately  called  Sarioriie. 

106.  ZINKENITE.    Zinkenit  G.  Rose,  Pogg.,  vii.  91,  1826. 

Ortliorhombic.  /A  7=120°  39',  Eose  ;  120°  34',  Kenngott.  "Usual  in 
twins,  as  hexagonal  prisms,  with  alow  hexagonal  pyramid  at  summit ;  angle 
at  pyramidal  edge =165  26';  /  on  face  of  pyramid =101:°  42'.  Lateral 
faces  longitudinally  striated.  Sometimes  columnar,  fibrous,  or  massive. 
Cleavage  not  distinct. 

H.  =  3  — 3-5.  G.  =  5'30— 5'35.  Lustre  metallic.  Color  and  streak  steel- 
gray.    Opaque.    Fracture  slightly  uneven. 

Comp.— PbS  +  Sb-  S'=Sulphur  22-1,  antimony  42-6,  lead  35-3  =  100.  Analyses  :  1,  2,  H.  Rose 
Pogg.,  viii.  99);  3,  Kerl  (B.  H.  Ztg.,  1853,  No.  2)  : 

1.  Wolfsberg    S  22-58    Sb  44-39    Pb  31-84    Cu  0-42=99-23  Eose. 

2.  "  undet.        44-11         ;si-97       undet.  Rose. 

3.  "  21-22        43-98         30-84    Ag  0-12,  Fe  1-45  =  97-61  K. 

Pyr.,  etc. — Decrepitates  and  fuses  very  easily  ;  in  the  closed  tube  gives  a  faint  sublimate  of 
sulphur,  and  sulphid  of  antimony;  in  the  open  tube  sulphurous  fumes  and  a  white  sublimate  of 
oxyd  of  antimony.  B.B.  on  charcoal  is  almost  entirely  volatilized,  giving  a  coating  which  on  the 
outer  edge  is  white,  and  near  the  assay  dark  yellow ;  with  soda  in  R.F.  yields  globules  of  lead. 

Soluble  in  hot  muriatic  acid  with  evolution  of  sulphuretted  hydrogen  and  separation  of  chlorid 
of  lead  on  cooling. 

Obs. — Occurs  in  the  antimony  mine  of  Wolfsberg  in  the  Harz  ;  the  groups  of  columnar  crystals 
occur  on  a  massive  variety  in  quartz ;  the  crystals  sometimes  over  half  an  inch  long,  and  two  or 
three  lines  broad,  frequently  extremely  thm  and  forming  fibrous  masses.  Has  been  reported  from 
St.  Trudpert  in  the  Schwarzwald.  Named  in  honor  of  Mr.  Zinken,  the  director  of  the  Anhalt 
mines,  by  G.  Rose. 

Resembles  stibnite  and  bournonite,  but  may  be  distinguished  by  its  superior  hardness  and 
specific  gravity. 

Kenngott  makes  the  crystallization  monoclinic,  and  the  pyramidal  planes  oblique  basal  planes  ; 
but  such  twins  with  pyramids  so  formed  are  not  known  among  monochnic  species. 

107.  JORDANITE.    Jordanit  v.  Rath,  Yerh.  Nat.  Ver.  Bonn,  March,  1864,  Pogg.,  cxxii.  387,  1864. 

Orthorhombic.  /A/=123°29';  0  A  14=128°.27' ;  a: c=l-2595:l:l-8604.  Observed  planes : 
0 ;  in  zone  i-'i,  f-r,  '^-i,  ^-i,  f -Z-  2-1,  3-1  6-1 ;  in  zone  1,  |,  %  ^,  f ,  |,  f ,  1,  f ,  /.  Planes  all 
narrow,  except  0 ;  crystals  hexagonal  in  general  form. 

6>A2-i=126°  27'        (}aSM=130°  45'  OAt=115°0' 
0A|.'i=134  34        OAl-i  =124  58         OAi=lU  26^ 
Twins  :  composition-face  /;  forms  hexagonal,  arragonite-like.    Cleavage  :  i-i  distinct.  Streak 
pure  black. 

COMP. — Undetermined. 

Pyr.,  etc. — Nearly  as  for  sartorite. 

Obs. — From  the  Binnen  vahey,  with  sartorite  (q.  v.).     Approaches  closely  sartorite  in  its 
planes  and  angles,  but  differs  in  occurring  in  twin  crystals,  and  in  its  black  streak. 
Named  after  Dr.  Jordan  of  Saarbruck,  who  furnished  vom  Rath  with  his  specimens. 

108.  MIARGYRITE.  Hemiprismatische  Rubin-Blende  (fr.  Braunsdorf)  3Iohs,  Grundr.,  GOG, 
1824.  Aliargyrit  iZ:  Rose,  Pogg.,  xv.  469,  1829.  Hypargyrite,  Hyparg}Ton-Blende  (fr.  Clausthal), 
Breith.,  Char.,  286,  333,  1832.  Kenngottite  (fr.  Felsobauya)  Raid.,  Ber.  Ak.  Wien,  xxil  236 
1856. 

Monoclinic.  (7=48°  14',  /A  7=106°  31^  6>  A  14=136°  8';  cch-.c^ 
1-2883  : 1  :  0'99i}l,  Xaumann.  Observed  planes  :  0 ;  vertical,  /,      i\  ^-2, 
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z-| ;  domes  -J-z,       f-^,  14,  34  ; 

octahedral^i  ;  t|-5,  ff,  ^^^--f,  f  f ;  ?f  |, 

1-1.  3-1,  1-3,  9-|. 
6)  A  ?-?  =  131°  46'    6>  A  l-^=139°  58' 
OaI=122  16     6>Al-i=  98  24 


106 


OAi  =109  16 


^-^Al-^  =  129  50 


Observed  ano-les  bv  AVeisbach.  from 
Braiinsdorf  crystals:  7 A 7=104^  36' 
-105°  50' ;  0  A^-i=132°  28',  134°  15', 
127°  11',  131°  35';  A  l-^=129°  IT', 
129°,  49'. 

Crystals  thick  tabular,  or  stout,  or 
short  prismatic,  pyramidal.    Lateral  planes  deeply  striated.    Cleavage : 
■J-i,  1-i  imperfect. 

H.  =  2— 2*5.  G.  =  5*2  — 5*4;  mostly  5"22  —  5"24.  Lustre  siibmetallic-ada- 
mautine.  Color  iron-black.  Streak  dark  cherry-red.  Opaque,  except  in 
thin  splinters,  which,  by  transmitted  light,  are  deep  blood-red.  Fracture 
subconchoidaL 

rSalphur  21-8,  antimouy  41-5,  silver  36-~  =  10O.    Analysis  by  H,  Rose 


Fe  0-62=99-r 


Comp.— Ag  S  +  Sb^ 

(Pogg.,  XV.  469) : 

S  21-95       Sb  39.14       Ag  86-40       Cu  1-06 

The  J:enngoUite  (1.  c.)  ■^hich  Weisbacli  refers  here  (Pogg.,  cxxv.  457).  has  not  been  analyzed: 
vou  Hauer  found  in  it  (Pogg.,  xcviii.  165)  about  30  p.  c.  of  silver;  Gr.  =  6-06.  Hijpar'jyyite  is  u 
massive  variety;  G-.=4-TT9 — t-S90,  Breith. ;  it  afforded  Plattner  (1.  c.)  35  p.  c.  of  sDver.  For 
"Weisbacb's  measurements  see  Pogg..  1.  c. 

Pyr.j  etc. — In  the  closed  tube  decrepitates,  fuses  easily,  and  gives  a  sublimate  of  sulpliid  of 
antimony ;  in  the  open  tube  sulphurous  and  antimonous  fumes,  the  latter  as  a  white  sublimate. 
B.B.  on  charcoal  fuses  quietly  with  emission  of  sulphur  and  antimony  fumes  to  a  gray  bead  which 
after  continued  treatment  in  O.F.  leaves  a  bright  globule  of  silver.  If  the  silver  globul"  bo  treated 
with  phosphorus  salt  in  O.F.,  the  green  gla^s  thus  obtained  shows  traces  of  copper  when  fused 
with  tin  in  R.F. 

Decomposed  by  nitric  acid,  with  separation  of  sulphur  and  oxyd  of  antimony. 

Obs. — At  Braiinsdorf,  near  Freiberg  in  Saxony,  associated  with  tetrahedrite,  pyrargyrite,  etc. ; 
Felsobanya  [kenngottite)  with  pyrite,  galenite,  blende,  barite;  Przibram  in  Bohemia;  CLmsthal 
{hypargyrite) ;  Guadalajara  in  J^pain ;  at  Parenos,  and  the  mine  Sta.  M.  de  Catorce,  near  Potosi ; 
also  at  Molinares,  Mexico,  with  diallogite. 

Xamed  from  fieiu  ,  less,  aoy.'o*r,  silver,  because  it  contains  less  silver  than  some  kindred  ores. 

109.  PLAGIONITS.    Plagionit  G.  Rose.  Pogg.,  xxviii.  421,  1833. 

:Monoclinic.    6  =  72^  2S', /a/=S5°  25',  0 M-i= 


15S°  9',  Kose  ;  a\lj  \  c 
served  planes  as  in  f.  101 

6>  A  1  =  154"  20' 
6>A2  =  13S  52 
6>  A -1  =  149 


0-37015  :  1  :  U-SS02.  Ob- 


0  Ni-i 

1  Al  = 

2  A2  = 


=  107°  32' 
142  3 
120  49 


Crystals  thick  tabular ;  the  plane  O  shining  and 
smooth  ;  others  striated.  Cleavage  :  2,  perfect,  but 
seldom  affording  smooth  surfaces.  Also  massive, 
granular. 

H.  =  2-5.  G.  =  5'4.  Lustre  metallic.  Color  black- 
ish lead-gray.    Opaque.  Brittle. 
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Comp.— Pb  S  f  Sb-  +  i  Pb  S= Sulphur  21-3,  autimonj  38-2,  lead  40-5.  Analyses  :  1.  H.  Rose 
(Pogg.,  xxviii.  428);  2,  Kuderaatscli  (Pogg.,  xxxvii.  588);  3,  Schuitz  iRamm.  Min.  Ch.,  1006): 

1.  Wfsberg  S  21-53  Sb  37-04  Pb  40-52  =  99-99  Rose. 

2.  "  21-49  37-53  40-98  =  1 0' >  Kudernatsch. 

3.  .   "  21-10  37-84  39-36,  Cu  1-27  =99-53  ichultz. 

PST. — Same  as  iu  zinkenite. 

Obs  — At  Wolfsberg  in  geodcs  and  druses  of  crystals  in  massive  plagionite,  or  crj-stallized  on 
quartz,  and  was  discovered  by  Ziucken.  Named,  in  allusion  to  its  unusually  oblique  crystalliza- 
tion, from  ta  lyi  oblique. 

Taking  tlie  planes  2,-  2,  as  the  lateral  faces  of  the  fundamental  prism,  the  lateral  angle  is  nearly 
the  same  as  In  freieslebcnite. 

110.  BINNITS.    Dufrenoysite  v.  Walter sliamen^  Pogg-j  xciv.  119,  1855;   C.  Reusser,  Pogg., 
xciv.  334,  xcvii.  115,    Binnite  Descl ,  Ann.  d.  M.,  Y.  vilL  389,  1855. 

Isometric.  Figures  3,  li,  and  others :  observed  planes  :  0,  7,  2-2,.  witli 
1,  |,  and  G-6,  on  some  crystals.    Cleavage  not  distinct. 

fl.=-i'5.  G.=-i'4:T7.  Lustre  metallic.  Color  on  fresli  fracture  black, 
sometimes  brownish  or  o-reeuish.    Streak  cherry-red.  Brittle. 

Oorap.— From  anal.  1,  f -Gu  S  + As^  S3=Sulphur  29-7,  arsenic  31-1,  copper  39-2  =  100.  From 
anal.  2,  ■GuS+-:y  As'- S^,  or  like  enargite.  Analyses:  1,  Uhrlaub  (Pogg.,  xciv.  117);  2,  Stockar- 
Escher  (Kenng.  Uebers.,  1856-57,  174): 

S  As  Cu  Pb  Ag  Fe 

1.  27-55  30-06  37-74  2  75  1-28  0-82  =  100-15  Ulir. 

2.  32-73  18-98  46-24    1-yi   =  99-86  S.-E. 

Pyr. — In  the  closed  tube,  gives  a  sublimate  of  sulphid  of  arsenic ;  in  the  open  tube  a  crystal- 
line sublimate  of  arsenous  acid,  with  sulphurous  fumes.  B.B.  on  charcoal  gives  an  arsenical 
odor  and  a  faint  white  coating,  fuses  with  intumescence  to  a  dull  iron-black,  magnetic  globule, 
'which,  according  to  Wiser,  is  surrounded  by  a  coating  of  oxyd  of  zinc.  The  globule  yields  metal- 
lic copper  with  soda. 

Obs. — In  dolomite,  in  the  vaUey  of  Binneu,  with  realgar,  orpiment,  blende,  pyrite,  sartorite, 
and  dufrenoysite. 

111.  BRONGNIARDITE.    Damour,  Ann.  d.  M.,  IV.  xvi.  227,  1849. 

Isometric.  In  octahedrons  with  truncated  edges  (1, 1),  Damour.  Massive, 
without  cleav^age. 

H.  above  3.  G,=5'950.  Lustre  like  that  of  bournonite.  Color  and 
streak  grayish-black. 

Comp.— Pb  S  +  Ag  S  +  Sb-  S''.  or  2  (Pb,  Ag)S  +  Sb=S^= Sulphur  19-4,  antimony  29-5,  silver  20* I. 
lead  25-0=100.    Analyses:  Damour  (L  c.)  : 


s 

Sb 

Ag 

Pb 

Cu 

Fe 

Zn 

1. 

19-38 

29-95 

25-03 

24-74 

0-54 

0-HO 

0-40  =  100-34. 

2. 

li)-21 

2;t-60 

24-46 

25-05 

0-61 

0-26 

0-:!2  =  99-51. 

3. 

19-14 

29-75 

24-81 

24-94 

0-70 

0-22 

0-37  =  99-1).?. 

Pyr.,  etc. — In  the  closed  tube  a  feeble  orange  sublimate  with  a  wliitc  one  above ;  in  the  open 
tube  fuses,  affords  an  odor  of  sulphur  and  a  white  sublimate  of  oxyd  of  antimony.  B.B.  on  char- 
coal decrepitates,  fuses  easily,  giving  off  an  odor  of  sulphur  and  white  vapors ;  after  roasting, 
yields  a  globule  of  silver,  with  a  yellow  coating  of  oxyd  of  lead.  Rapidly  attacked  by  concentrated 
uilric  acid. 

Obs. — From  Mexico. 

112.  JAMESONITE.  Grey  antimony  pt.  Jam.,  Syst,  iii.  390,  1820.  Axotomous  Antimony- 
Glance  Jam.,  Man..  285.  Axotomer  Antimon-Glanz  J/b/w,  Gruudr.,  586,  1824.  Jamesonite 
Haid.,  TrL  Mohs's  ilin.,  i.  451  (iii.  26),  182.5. 
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Bleischimmer  Pfaff,  Schw.  J.,  xxvii.  1.    Pfaffite  Huol,  i.  192,  1841. 

Antimomalisk  Fadererz  pt,  Minera  antimoaii  plumosa  pt.,  Wall,  1747;  Federorz  Germ., 
Mine  d'antimoine  au  plumes  Fr. ;  Feather  ore,  Plumose  Antimonial  Ore,  pt.  (rest  mostlj-  Stibuite}, 
through  lasl  cent  Antimoiue  sulfure  capillaire  pt.  [or  var.  of  Stibnite]  //.,  Tr.,  1801 ;  Haarfor 
miges  Grauspiessgianzerz  pt.  Karst.,  Tab.,  52,  1800;  Haarf.  Autiinongianz  Jlohs,  1824,  Leonh^ 
1S26.  Federerz  of  A\'olfsberg  R.  Rose,  Pogg.,  xv.  471,  1829;  BmcI.,  Tr.,  ii.  425,  1832.  Ft^der- 
erz.  var.  of  Jamesonite,  v.  Kob.,  Char.,  ii.  175,  1831.  Wolfsbergite  Huot,  Miu.,  u  19:-!.  Pluiao- 
sit  Haid.,  Handb.,  569,  1845.  Piumites  Clock. ,  Sj'n..  30,  1847.  Heteromorphit  i?a//i,///.,  Pogg., 
Ixxvii.  240,  1849.    Federerz,  var.  of  Jamesouite,  Baram.,  Min.  Ch.,  71,  1860. 

Orthorliombic.  ./A  7=101°  20'  and  7S°  40'.  Observed  planes  /,  i-i. 
Cleavage  basal,  highly  perfect;  /and  i-i  less  ])erfeet.  Usually  in  acicular 
crystals.  Also  fibrous  massive,  parallel  or  di\'ergent ;  also  in  capillary 
forms  ;  also  amorphous  massive. 

H.  =  2  — 3.  G.  =  5-5— 5'S;  5-561,  from  Cornwall,  Ilaidinger;  5*010, 
from  Estremadura,  Schatfgotscli ;  5-GOl,  from  Arany  Idka,  Lowe;  o'iuSS, 
massive,  liamm. 

Yar. — a,  well  crystallized;  5,  fibrous  or  columnar,  sometimes  diverging;  c,  capillary,  or  cobweb- 
like  ;  d,  granular  or  compact. 

The  capillary  is  feather  ore  (Federerz  Gerrn.)  regarded  as  a  species  hx  nearly  all  the  min- 
eralogists of  last  century,  but  including  capiUary  stilMiite ;  made  a  variety  of  stil  >uiT.e  by  v.  Born, 
Karsreii.  Ilaiiy.  Mohs.  Leouhard,  and  other  autliors,  imtil  1S29;  and  a  distiiiCi  species  again 
by  most  authors  after  the  analysis  by  Pose  in  1829;  but  referred  to  jamesouite  by  v.  Ki>V>ell  in 
1830.  and  Rammelsberg  in  1860.  A.na-inorphousvdi\AQtj  occars  with  the  feather  ore  at  Wolfsberg 
(anal.  7),  for  Avhich  Rammelsberg  gives  the  hardness  S'O.  and  G.  =  5-6783. 

Comp.— 2  (Pb,  Fe)  S  + Sb-S'=(if  Fe  :  Pb=l  :  4)  Sulphur  21-1.  antimony  32-2.  lead  43-7,  iron 
3  0  =  100.  But  excluding  the  iron  as  sulphid.  Ro^e  makes  the  formula  f  Pb  S-Sl;)-S-'=Sulphtir  20-7, 
antimony  34'8,  lead  4"45  =  100.  Yon  Zepharovieli  sustains  the  first  formula  \>\iz.  Ak.  Y'ieu, 
1867.  169).  Analyses  5  to  1 0  of  feather  ore  agree  well  with  the  preceding,  whence  PuAmmels- 
berg"s  reference  to  jamesonite. 

Anah-ses:  1,  2,  H.  Rose  (.Pogg.,  viii.  101);  3,  Schaffgotsch  (Pogg..  xxxviii.  4'^3);  4,*A.  Lowo 
(Haid.  Ber.,  i.  62);  5,  H.  Rose  (Pogg..  xv.  471);  6.  Rainmelsberg"( Pogg..  Aun.,  Ixxvii.  241;  7, 
Poselger  (ib.,  Ramm.,  Min.  Ch.,  71) ;  S-10,  C.  Bechi  (.Am.  J.  Sci.,  II.  xiv.  6u): 


S 

Sb 

Pb 

1. 

Cornwall  22-15 

34-40 

40-75 

2. 

"  22-53 

34-90 

38-71 

3. 

Estremadura  21*78 

32-6-2 

39-97 

4. 

Arany  Idka  18-59 

33-10 

40-82 

5. 

"Wolfsberg,  feather  ore  19-72 

31-04 

46-87 

6. 

u  20-^3 

[31-9H] 

44-32 

7. 

Wolfsberg.  massive  20-52 

L31-54J 

44-0 

8. 

Tuscany,  capil.  18-39 
"       acic.  iy2o 

30-19 

47-63 

9. 

29-24 

49-31 

10. 

"       capil  20-53 

32-16 

43-38 

Fe     Cu  Zn 

9-so  (1-13  =99-73  Rose. 

2-  65  0-19    0-74=99-T2  Rose. 

3-  .13  0-42,  Bi  1-06=99-48  Sch. 

2-99  ]-78    0-35.  Ag  1-43,  Bi  0-22  =  99-33  Lowe. 

1-  30    ()-(i8  =  99  01  Rose. 

2-  93  0-56   =100  Ramm. 

2-91  1-03   =  100  Poselger. 

0-26  1-11    l-u8  =  93-7i  Bechi. 
  2-00    0-21  =  100-01  Bechi. 

U-94    1-25    1-74=100  Bechi. 


Pyr. — Same  as  for  ziukenite. 

Obs. — Jam'^soniie  occurs  principally  in  Cornwall,  associated  with  quartz  and  miuute  crystals  of 
boumonite :  occasionalh'  also  in  Siberia,  Hungary,  ai  Yalentia  d' Alcantara  in  Spain,  and  Brazil. 
Its  perfect  cleavage  at  right  angles  with  the  vertical  axis  is  sufiicieut  to  distinguish  from  tlie 
species  it  resembles.    Xamed  after  Prof  Jameson  of  Edinburgh. 

T\\Q  feather  ore  occurs  at  Wolfsborg  in  the  E  istero  Harz  ;  also  at  Andreasberg  and  Clausthal ; 
at  Freiberg  and  Schemnitz;  in  the  Anhalt  at  Pfaflenberg  and  Meiseberg;  in  Tuscany,  near  Bot- 
tino  ;  at  Chonta  in  Peru. 

Zundererz^  or  Bergzunderz  [=Tinder  Ore]  of  G-.  Lehmann  (Mem.  Ac.  Berlin.  20.  17  53\  whicli 
is  soft  like  tinder  and  dark  dirty  red  in  color,  has  been  referred  to  kermesite,  but  proves  to  be 
jamesonite  or  feather  ore  mixed  wiil^  red  silver  and  arsenopyrite.  Borntriiger  obtained  in  an 
analysis  (J.  pr.  Ch.,  xxxvi.  40)  S  19-57,  As  12-60,  Sb  16-83,  Pb  4  .-06,  Ag2-56,  Fe  4-.y2  =  96-19.  From 
iiiidreasberg  and  Clausthal  in  the  Harz. 
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113.  DUFRENOYSITE.  Dufreiioysite  Damour,  Ann.  Ch.  Phys.,  III.  xiv.  379,  1845.  Gott- 
liardit  Ramm.,  Berz.  Ch.  Min.,  229,  256,  1847.  Arsenomelan  and  Scleroclase  pt.  v.  WaUersh. 
Pogg.,  xciv.  115,  1855.  Dufrenoysite  pt.  Descl,  Ann.  d.  M.,  V.  viii.  389.  Skleroklas  Petersen, 
Oflfenb.  Ver.,  vil  13,  Jalirb.  Min.,  1867,  203. 

Ortliorhombic.    /A  7=93°  39^,  6>  A  1-7  =  121°  30',  a     :  c=l-Q318  :1 : 

1"0658.  Observed  planes  :  0  ;  verti- 
cal, /,  i-i^  i-i ;  domes,  1-^, 
■J-z,  f-z,  1-2,  2-1 ;  octahedral,  1,2.  6^  A 1-2 
=  123°  9;  6> A -14=142°  34',  Oa2-i= 
107°  2',  6>Al=114°5',  6>A  2  =  102°  36', 
1  A  1-2=141°  20^,  1  A  1-2=138°  15',  V. 
Ratli.  Usual  in  thick  rectangular 
tables.  Cleavage :  0  perfect.  Also 
massive. 

H.  =  3.  G.=5-549,Damour  ;  5-5616, 
Landolt;  5-569,  v.Eath.  Lustre  metallic.  Color  blackish  lead-gray  ;  streak 
reddish-brown.    Opaque.  Brittle. 

Comp.— 2  Pb  S  +  As2S3=Sulphur  22-10,  arsenic  20-72,  lead  57-]8  =  100.  Analyses:  1,  2, 
Damour  (1.  c.) ;  3,  4,  Landolt  &  Berendies  (Dissert,  de  Dufrenoysite,  1864,  Pogg.,  cxx;ii.  374) : 


S 

As 

Pb 

Ag 

Fe 

Cu 

1.  Binnen 

22-49 

20-fi9 

55-40 

0-21 

0-44 

0-31 

=  99-54  Damonr. 

2.  " 

22-30 

20-87 

56-61 

0-71 

0-32 

0-22 

=  101-03  Damour. 

3. 

23-27 

21-76 

53-62 

005 

0-30 

=  9'.)-0  L.  &  B. 

4. 

23-11 

21-35 

52-02 

undet. 

L.  &B. 

Analyses  of  dufrenoysite  have  been  published  by  Uhrlaub  and  Nason  (Pogg.,  c.  537),  and  by 
Stockar  Escher  (Kenng.  Forsch.,  '56,  '57,  I7ti) ;  but  as  they  were  made  Avithout  discriminating-the 
species,  and  give  intermediate  results,  they  are  not  cited  here  in  detail.  Peterson  has  also  pub- 
lished two  analyses  (1.  c),  and  gives  the  following  as  the  mean  of  1 7  anal,  by  the  chemists  just 
mentioned  and  himself: 

S          As         Pb         Ag         Fe  Cu 
1.       24-31       24-25       50-86       0-41   ?  =99-83 

Peterson  in  one  analysis  obtained  S  23-22,  As  25*83,  Pb  50-74,  Ag  0-21 ;  and  in  the  other  S  25-00, 
As  23-9.3,  Pb  51-32,  Ag  0-1 2.  He  makes  the  formula  [2  Pb  S  +  As'S']  +  [Pb  S  +  As-  S='J  =  Pb  S  + 
f  As^  8l 

Pyr.,  etc. — Easily  fuses  and  gives  a  sublimate  of  sulphur  and  sulphuret  of  arsenic ;  in  the 
open  tube  a  smell  of  sulphur  only,  with  a  sublimate  of  sulphur  in  upper  part  of  tube,  and  of 
arsenous  acid  below.  On  charcoal  decrepitates,  melts,  yields  fumes  of  arsenic  and  a  globule  of 
lead,  which  on  ctipellatiou  yields  silver. 

Obs. — From  the  valley  of  Binnen  in  the  St.  Gothard  Alps,  in  crystalline  dolomite,  along  with 
sarlorite,  jordanite,  binnite,  realgar,  orpiment,  blende,  pyrite.  The  crystals  are  sometimes  an 
inch  across. 

Damour,  who  first  studied  the  arsenio-sulphids  of  Binnen,  analyzed  the  massive  ore  and  named 
it  dufrenoysite.  He  infi^rred  that  the  crystallization  was  monometric  from  some  associated  crj-stals, 
and  so  published  it.  This  led  von  Waltcrshausen  and  Heusser  to  call  the  monometric  mineral 
dufrenoysite.  and  the  latter  to  name  the  trimetric  binnite.  Yon  Waltcrshausen.  after  studying  the 
prismatic  mineral,  made  out  of  the  species  arsenomelan  and  scleroclase,  yet  partly  on  liypothetical 
grounds.  Recently  it  has  been  found  that  three  orthorhombic  minerals  exist  at  the  locality,  as  an- 
nounced by  vom  Rath,  who  identifies  one,  by  specific  gravity  and  composition,  with  Damour's 
dufrenoysite ;  another  he  makes  scleroclase  of  von  Waltershauseu  (sartorite,  p.  87) ;  and  the  other 
he  names  jordanite  (p.  88;. 
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114.  FREIESLEBENITE.  Mine  d'antimoine  grise  tenant  argent  (fr.  Ilimmelsfurst)  dt 
Lisle,  Descr.  de  Min.,  35,  1773,  Crist.,  iii.  54,  1783.  Dunkles  Weissgultigerz  (id.  loc,  known 
since  1720)  Klapr.,  Beitr.,  i.  173,  1795.  Schilf-Grlaserz  Freiesleben,  Geogn.  Arb.,  vi.  97,  1817. 
Antimonial  Sulphuret  of  Silver.  Sulpliuret  of  Silver  and  Antimony.  Argent  sulfure  antimoni- 
frre  et  cuprifere  Levy,  Descr.  Min.  Ileuland,  1838.  Donacargyrite  Ghapm.,  Min.,  128,  1843, 
Frcicslebenit  mid,  569,  1845. 


Monoclinic.    (7=Sr  40',  I A  7=119°  12\  0  A  U=:13r  10'  (B.  &  M.) ; 


a:h  :  c=l-5S02 

^'-3,  H,     ^'-2 ; 


:  1  :  1-7032.  Obserred  planes  :  O  ;  vertical,  7",  i-i, 
domes,  1-/,  ^-1,  1-1, 


octahedral,  |-,  1,  1-4,  1-2, 


l-o. 


0  A  1-2^=123°  55' 
6>  A  1-1=156  8 

0  A  2-1=118  21 

1  A  1,  froiit,  =  128  2 

u 


1-4  A  1-4 


=166  6 


1-2  A  1-2,  front,=152°  36' 
i-^Ai-^     "    =132  48 
i-^hi-d     "    =157  54 
1-1  A  1-1,  top,  =  94  20 


Prisms  Ion gitudinall J  striated.  Cleavao;e  :  /perfect. 

H.  =  2-2-5.  G.  =  6— 6-4;  6-194,  Hausmann  ;  6*23, 
Ir.  Przibram,  v.  Payr.  Lustre  metallic.  Color  and 
streak  light  steel-gray,  inclining  to  silver-white,  also 
blackish  lead-gray.  Yields  easily  to  the  knife,  and  is 
rather  brittle.    Fracture  subconclioidal — nneven. 


Comp.— 5  (Pb,  Ag)  S  +  2  Sb^  S^  (fr.  v.  Payr's  anal.)=,  if  Ag  :  Pb=3  :  4,  Sulphur  18-6,  antimony 
25-9,  lead  31*2,  silver  24-3=100.  Analj-ses :  1,  2,  Wohler  (Pogg.,  xlvi.  146);  3,  Escosura  (Rev. 
Minera,  vi.  358,  Ann.  d.  M.,  Y.  viii.  495);  4,  v.  Payr  (Jahrb.  Min.  1860,  579): 


1. 
2. 

3.  Spain 

4.  Przibram 


s 

Sb 

Pb 

Ag 

Fe 

Cu 

18-77 

27-72 

30-00 

22-18 

0  11 

1-62  =  100  TV. 

18-7-2 

27-05 

30-08 

23-78 

=  99-60  W. 

17-60 

26-83 

31-90 

22-45 

=  98-78  Escosura. 

18-41 

27-U 

30-77 

23-08 

0-63 

=  100  Payr. 

Pisani  refers  here  the  massive  dark  iveissgulHgerz  analyzed  by  KHaproth,  who  obtained  (1.  c.) 
S  22-00,  Sb  21-50.  Pb  4100,  Ag  9-25,  Fe  1-75,  Al  1-00,  Si  0-75  =  97-25,  considering  part  of  the 
silver  as  here  replaced  by  lead. 

Pyr. — In  the  open  tube  gives  sulphurous  and  antimonial  fumes,  the  latter  condensing  as  a 
white  sublimate.  B.B.  on  charcoal  fuses  easily,  giving  a  coating,  on  the  outer  edge  white,  from 
antimonous  acid,  and  near  the  assay  yellow,  from  oxyd  of  lead;  continued  blowing  leaves  a 
globule  of  silver. 

Obs. — "With  argentite,  siderite,  and  galenite,  in  the  Himmelsfiirst  mine,  at  Freiberg  in  Saxony, 
and  Kapnik  in  Transylvania ;  at  Ratieborzitz,  the  ore  of  which  locality  contains  bismuth,  accord- 
ing to  Zincken ;  at  Przibram  in  crystals,  often  twins,  and  2  to  6  lines  long ;  at  Felsobanya ;  at 
Hiendelencina  in  Spain,  with  argentite,  red  silver,  siderite,  galenite,  etc. 

The  crystals  from  Himmelsfiirst  are  triclinic,  according  to  Breithaupt  (B.  H.  Ztg.,  xxv.  189). 
Chapman  took  his  name  donacargyriie  from  the  British  Museum,  knowing  nothing  of  its  origin. 
Such  a  name  ought  not  to  displace  freieslebmiie. 


115.  PYROSTILPNITE.    Feuerblende  Breith.,  Char.,  285,  333,  1832.   Fireblende  Dana,  Min., 

543,  1850.    Pyrostilpnite,  Dana. 

Monoclinic.  In  delicate  crystals  grouped  like  stilbite.  Observed  planes, 
/,  i-\  1%       2-1,  B.  &  M. 
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7a  7=139°  12'.  2-1  A  24,  top,=74°.       i-l  A  14=123°  34'. 

14  A  14,  top,=112  52.    ^4  A  24=148  42.         1-^  A  1-2,  top,  =  62  36. 

Cleavage :  i\  and  crystals  flattened  in  this  direction.  Faces  i-l  striated 
parallel  to  the  clinodi agonal.  Twins :  i^Sine  of  composition  i-i  (ortho- 
diagonal). 

H.  =  2.  G. =4*2— 4-25.  Lnstre  pearly-adamantine.  Color  hyacinth- 
red.    Translucent.    Sectile  and  somewhat  flexible. 


Comp. — Contains  62*3  per  cent,  of  silver,  along  with  sulphur  and  antimony  (Plattner,  1.  c,  333). 
Pyr. — Like  pyrargyrite. 

Obs. — From  tlie  Kurprinz  mine  near  Freiberg;  Andreasberg;  Przibram. 
Named  from  -vp,  Jire,  and  anATri/fij,  shining,  in  allusion  to  its  Hre-like  color. 

116.  RITTINGERITB.    Rittingerit  Zippe,  Ber.  Ak.  Wien,  ix.  2,  345,  1852. 

Monoclinic ;  6^=88°  26'.  In  small  rliombic  tables  with  replaced  basal 
edges.  Observed  planes:  0,  ^,  /,  ±6,  ±1.  Observed  angles:  0  h  I— 
91°  24',  7  A  7=126°  18',  0  A  1  =  132°  24',  0  A  -1  =  130°  50',  1  A  -1=96° 
20',  6>A-6=98°  30',  6^Ai=150°,  -1  A -1  =  140°  1'.  Cleavage:  0  imper- 
fect. 

H.  =  1'5  — 3.  Lnstre  submetallic-adamantine.  Plane  0  blackish-bro^\ni 
in  the  larger  crystals,  less  dark  in  the  more  minute  ;  other  parts  iron-black. 
Translucent  and  dull  honey-yellow  to  hyacinth-red  in  the  direction  of  the 
axis.    Streak  orange-yellow.  Brittle. 

Comp. — Probably  a  compound  of  sulphid  of  silver  and  antimony. 

Pyr. — B.B.  name  as  with  pyrargjTite ;  fuses  very  easily,  gives  an  arsenical  odor,  and  finally  a 
globule  of  pure  silver. 

Obs. — From  Joachimsthal,  in  small  crystals. 


117.  PYRARGYRITE.  Argentum  rude  rubrum  pt,  Germ.  Rothgolderz,  Agric,  362,  Interpr., 
462,  1546.  Argentum  rubri  coloris  pt.,  Gemein  Rothguldenerz,  Gesner.,  Foss.,  62,  1565.  Roth- 
gylden  pt.,  Argentum  arsenico  pauco  sulphure  et  ferro  mineralisatum  pt..  Minora  argenti  rubra 
var.  opaca,  var.  nigrescens,  Wall,  310,  1747.  Mine  d'argent  rouge  Fr.  Trl  Wall.,  1753.  Ruby 
Silver  Ore  pt..  Red  Silver  Ore  pt.,  Eill,  Foss.,  1771.  Dunkles  Rothgiiltigerz,  Lichtes  id.  pt., 
Wern.,  1789.  Dark  Red  Silver  Ore;  Antimonial  Red  Silver.  Argent  antimonie  sulfure  pt.  II., 
Tr.,  1801.  Argent  rouge  antimoniale  P?-0M6t,  J.  de  Phys.,  lix.  407,  1804.  Prosit  *S^e^&,  Denks. 
Nat.  Schwab.,  1.  311,  Tasch.  Min.,  401,  1817.  Rubinblende  pt,  Ifohs.  Antimonsilberblende. 
Pyrargynt  (7focA-.,  Handb.,  338,  1831.    Argyrythrose  Beud.,  Tr.,  ii.  430,  18'32. 

Rhombohedral.  Opposite  extremities 
of  crvstals  often  unlike.  jR  A  7'= 108°  42', 
B.  &  M.,  6>Ai?=13T  42';  «  =  0-788. 
Observed  planes  in  this  and  the  following 
species  :  basal  and  prismatic,  0, 7,  ^-2,  '^-f , 
^'-f,  ^'-|f  ;  rhombohedral,  y^^,  |,  12  (or 
1),!-,  4,  -14,  -5,  -I  -2,  -I,  -1,  -i, 


.2.2    2^  1 

V",  F,  r,  10%  -8^  -oi,  -o-\ 
-f%  -2',  -2=,  -2i,  -i'^,  -  »' 

V,  V,  jV\  Q-  Sella. 


g  ;  pyramidal,  5-2,  |-2, ;  scaleno- 

iliM%r,  i^i" 

5  5   A.  2  _ 

1^    —4'    —  22_l¥ 


3^  I'  V  2' 


SULPHAESEXITES,  ETC. 


95 


Oh  i: 

0/\V-. 


:155°  32' 
112  33' 
100  U 


^AJ  =137°  58' 
^'-2a7?=125  39 
^-2AlW55  4 


i?Ai  =lJt4^  21' 

A^A^^^lGl:  5 

f2A  2-2  =  120. 


Cleavage:  It  rather  imperfect.  Twins:  composition-face  —-J,  as  in 
f.  113,  which  consists  of  four  individuals  ;  0  or  basal  plane,  as  in  f.  114 ; 
also  E  and  /.    Also  massive,  structure  granular,  sometimes  impalpable. 


112 


113 


114 


II.  =  2  — 2'5.  G.  =  5"7— 5*9.  Lustre  metallic-adamantine.  Color  black, 
sometimes  approachins:  cochineal-red.  Streak  cochineal-red.  Translucent 
— opaque.  " 


Fracture  conchoidal. 


Comp.— ?,  Ag  S  +  Sb'^  S^=:Sulphur  1T"7,  antimony  22-5,  silver  59-s=100.    Analyses:  1,  Bous- 


dorff(Ak.  H.  Stockh.,  1821,  3oS);  2, 
Haudw.,  ii.  106); 


4,  F.  Field  (Q.  J.  Ch. 

S 


1.  Andreasberg 

2.  Mexico 

3.  Zacatecas.  Mex. 

4.  Chili 


16-  61 
18-0 

17-  76 


"Wobler  (Ann.  d.  Pharm.,  xxvii.  157) ;  3,  Bottger  (Ramm. 
Soc.,  xiL  12)  : 

Sb  Ag 

22-  85  oS-f)5,  gangue  0-30=9S-70  Bonsdorff. 
21-8  60-2  =  loo  Wohler. 
24-59  57-45  =  99->0  Bottger. 

23-  16  59-01  =  99-62  Field. 


Henckei  found  arsenic  in  ruby  silver  (Pyritol.,  169,  1725),  and  both  light  and  red  sUver  ores 
were  afterwards  considered  arsenical,  until  Klaprotli  s  analysis,  detecting  antimony  alone,  in  1794 
(Beitr.,  i.  141) ;  after  this  both  were  supposed  to  be  antimonial,  until  Proust,  in  l8U4(J.  de  Phys., 
lix.  403)  showed  that  there  were  two  species,  an  antimonial  and  an  arsenical. 

Pyr.,  etc. — In  the  closed  tube  fases  and  gives  a  reddish  sublimate  of  sulphid  of  antimony:  in 
the  open  tube  sulphurous  fnmes  and  a  white  subhraate  of  oxyd  of  antimony.  B.B.  on  cliareoal 
fuses  with  spirting  to  a  globule,  gives  off  sulphid  of  antimony,  coat?  the  coal  white,  and  the  assay 
is  converted  into  sulphid  of  silver,  which,  treated  in  O.F..  or  with  soda  iu  R.F..  gives  a  globule  of 
fine  silver.  In  case  arsenic  is  present  it  may  be  detected  by  fusing  the  pulverized  mineral  with 
soda  on  charcoal  in  R.F. 

Decomposed  by  nitric  acid  with  separation  of  sulphur  and  antimonous  acid. 

Obs  — The  dar]:-rcd  tiir^r  ore  occurs  principally  with  calcite.  native  arsenic,  and  galenite, 
at  Andreasberg  in  the  Harz  ;  also  in  Saxony,  Hungary,  Xorway,  at  Gaudalr'auLdi  in  Sp:iiu,  and  in 
CornwaU.  In  Mexico  it  is  worked  extensively  as  an  ore  of  silver.  In  Chih  it  is  ioumi  in  crystals 
at  mine  Dolores  and  Chanarcillo  near  Copiapo.  In.  N"evada.  at  Washoe  iu  Daney  Mine  :  in  Ophir 
mine,  rare ;  abundant  about  Austin.  Reese  river,  but  no  good  crystals ;  at  Poorman  lode,  Idaho, 
in  masses  sometimes  of  several  hundred  weight,  along  with  cerargyrite. 

A  light-red  ore  from  Andreasberg,  accordii;g  to  Zi:icken,  contains  no  arsenic.  A  gray  ore  from 
the  same  locality,  contains  both  arsenic  and  antimony,  and  may  be  miargyrite.  Oa  cryst.  of 
pyrargyrite,  see  Q.  Sella,  Acad.  Sci.  Torino.  Svo,  1856. 

Alt.— Occurs  hke  proustite,  changed  to  argentite  (Ag  S);  to  pyrito;  so-called  argentopyrite 
silver. 
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118.  PROUS'llTE.  Argeutum  rude  nibrum  traiislucidum  carbunculis  simile,  G-^rm.  Durcli- 
sichrig  Rodtguldenerz,  Agric.  S62,  Interpr.,  462.  1546.  Argentum  rubri  coloris  pellucidum, 
Schon  Rubin  Rothguldenerz,  Gemer,  Foss.,  62,  1565.  Minera  argenti  rubra  pellucida  \ValL,3\\, 
1747.  Ruby  Silver  Ore  pt  Hill.  Argent  rouge  arseuicale  Proust  J.  de  Phys.,  lix.  404,  1804, 
Lichtes  Rothgiiltigerz  pt.,  Arsenikalisches  id.,  Arseniksilberblende.  Germ.  Rubiubleude  pt. 
Arsenical  Silver  Ore  ;  Light  Red  Silver  Ore.    Proustite  Btud.^  Tr.,  ii.  445, "1832. 

Ehombohedral.  7? A  7? =107'' IS',  0 ^  E^izr  9';  ^^O'TSoOe.  Also 
granular  massive. 

ri.  =  2— 2'5.  G.  =  5422— 5'56.  Lustre  adamantine.  Color  cocliineal- 
ved.  Streak  cochineal-red,  sometimes  inclined  to  aurora-red.  Subtranspa- 
reut — subtranslucent.    Fracture  conchoidal — uneven. 


Comp.— 3  Ag  84- As-  S'=Sulpliur  19-4.  arsenic  15-2.  silver  65-4=100.  Analvses:  1.  H.  Rose 
(Pogg.,  XV.  472j ;  2,  F.  Field  (Q.  J.  Chem.  Soc,  xii.  12)  : 


1.  Joachimsthal       S  19-51       As  15-09       Ag  64-67       Sb  0-60  =  99 "96  Rose. 

2.  ChiU  19-81  15-12  64-SS  =  99-Sl  Field. 

Pyr.,  etc. — In  the  closed  tube  fuses  easily,  and  gives  a  faint  sublimate  of  sulphid  of  arsenic  : 
in  the  open  tube  sulphurous  fumes  and  a  white  crystalline  subhmate  of  arsenous  acid.  B.B.  on 
charcoal  fuses  and  emits  odors  of  sulphur  and  arsenic  ;  by  prolonged  heating  in  O.F..  or  with  soda 
in  R.F.,  gives  a  globule  of  pure  silver.    Some  varieties  contain  antimony. 

Decomposed  by  nitric  acid,  with  separation  of  sulphur  and  arsenous  acid. 

Obs.-  Occurs  at  Freil>erg,  Johanugeorgeustadt.  Marienberg,  and  Annaberg;  at  Joachimsthal 
in  Bohemia ;  AVolfach  in  Baden ;  Markirchen  in  Alsace  ;  Chalanches  in  Dauphine ;  Guadalcanal 
in  Spain;  in  Mexico;  Peru;  Chili,  near  Copiapo,  at  ChanarciDo.  some  crystals  3  in.  long  (D. 
Forbes.)  In  Xevada,  in  the  Daney  mine,  and  in  Comstock  lode,  but  rare  ;  in  veins  about  Austin, 
Lander  Co ;  in  microscopic  crystals  in  Cabarrus  Co..  K  C,  at  tlie  McMakiu  mine ;  in  Idaho,  at 
the  Poorman  lode,  with  pyrargyrite,  native  silver  and  gold,  and  cerargyrite. 

Xamed  after  the  French  chemist.  J.  L.  Proust. 

Alt. — Occurs  altered  to  pyrrhotite,  Breith. 


119.  BOURNONITE.  Ore  of  Antimony  (fr.  EudeUion)  P.  Ra-shleigh,  Spec.  Brit.  Min..  i.  34. 
pi  xix.,  1797.  Triple  Sulphuret  of  Lead,  Antimony,  and  Copper  Bournon  (with  figs.),  PiiLL 
Trans.,  30,  1804;  Ch.  Hatcheti  (anal.),  ib.,  63.  Bournonite,  Autimonial  Lead  Ore,  Jameson, 
Syst.,  ii.  579,  1805,  iii.  372,  1816.  Spiessglanzblei  Karst,  in  Klapr.  Beitr.,  iv.  82,  1807,  and 
Tab.,  68,  1808.  Plomb  sulfare  antimonifere  fl!,  TabL,  1809.  EndeUione  Bourn.,  Cat.  Min., 
409,  1813.  Schwarz  Spiesglanzerz  Wern.  Antiraoine  sulfure  plumbo-cuprifere  Tr.,  iv. 
1822.    Radelerz  [^TVheel  Ore]  Kapnik  miners.    Endellionite  Zippe,  Char.  Min.,  213,  1859. 

Prismatischer  Spiesglas-Grlanz  Mohs,  Char.,  1820;  Prismatoidischer  Kupfer-Glanz  Mohs. 
Grundr.,  ii.  559,  1824.  Antimonkupfer-Glanz  Breith.  T\'olchit  Haid.,  Handb.,  564,  1845. 
AVOlchite. 


Orthorliombic.  7 A  7=93°  ^0',  0  A  1-1=136"  17;  a\h  \  ^?=:0-95618  : 
1  :  1'06G2.  Observed  planes:  0  ;  vertical,  i-l,  i-^,  i-f,  i-^,  i-^,  i-^,  ^-2, 
«-f ,  ^'-| ;  domes,  ^i,  l-i,  S-l ;  ^i,  f-z,  ^T,  f-u  ^l,  1-T,  f-z,  ^-i,  2-i,  3-1 ; 
octahedral,  J,  ^,  f ,  },  1,  2,  1-5,  2-.\  3-S,  f-S,  1-^,  |-|,  1-2,  2-2. 

0  A  ^-T=15i°  2r.  0  A  ^=146^  45'.       1  A  1,  mac,  =  114°  6'. 

0  A  f-z=14T  29.  0  A  1=127  20.         1  A  1,  brach,=109  6. 

O  A  i-5=133  26.  0  A  3-5=144  29.  {-2  A  {-2,  ov.  w,  =  129  44. 

0  A  2-2=115  20.  0  A  l-i=138  6.  i-2  A  ^-2,  ov.  z-i,  =  123  52. 
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Cleavage:  i-i  imperfect;  i-l  and  0  less  distinct.  Twins:  composition- 
face  /;  crystals  often  cruciform  (f.  116),  crossing  at  angles  of  93°  40'  and 
86°  20' ;  hence,  also,  cog-wlieel  shaped.  Also  massive :  granular,  compact. 
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H.=2-5— 3.  G.rrrS'T— 5*9.  Lustre  metallic.  Color  and  streak  steel- 
gray,  inclining  to  blackish  lead-gray  or  iron-black.  Opaque.  Fracture 
conclioidal  or  uneven.  Brittle. 

Comp.,  Var.— R  (Ou,  Pb)  S  +  Sb^  or  (3  S'+Sb^  S')  +  2  (3  Pb  S  +  SV  S')  Ramm.= Sulphur 
19-7.  autimony  25-0,  lead  42-4,  copper  12-9=: 1 00.  Analyses:  1,  H.  Rose  (Pogg.,  xv.  573);  2, 
Sincliug  (Ramra.  Handw.,  123);  3-5,  Rammelsberg  (Pogg.,  Ixxvii.  253);  6.  C.  Kuhlemanu  (ZS. 
Xat.  Ver.  Halle,  viii.  500);  7,  F.  Field  (Q.  J.  Ch.  Soc.,  xiv.  158);  8,  9,  Dufrenoy  (Ann.  d.  M.,  IIL 
X.  371): 


S 

Sb 

Pb 

Cu 

1. 

Neudorf 

20-31 

26-28 

40-84 

12-65=rl00'08  Rose. 

2. 

19-63 

25-68 

41-38 

12-68  =  99-37  Sinding. 

3. 

Meiseberg 
(( 

19-49 

24-60 

40-42 

13-06  =  97-57  Raram.' 

4. 

18-99 

24-82 

40-04 

15-16  =  99-01  Ramm. 

5. 

Wolfsberg 

19-76 

24-34 

42-88 

13-06=100-04  Ramm. 

6. 

Clausthal 

(1)  18-81 

23-79 

40-24 

12-99,  Fe  2-29,  Mn  0-17,  Si  2-60=100  K. 

7. 

Cornwall 

20-30 

26-30 

40-80 

12-70  =  100-10  Field. 

8. 

Alais 

19-4 

29-4 

38-9 

12-3=100  Dufrenoy. 

9. 

Mexico 

17-8 

28-8 

40-2 

13-3  =  90-6  Dufrenoy. 

10. 

Huasco 

20-45 

26-21 

40-76 

12'52  =  99-94  Field.    G.  =  5-80. 

The  Meiseberg  mineral  (N"©.  4)  is  light-gray,  and  occurs  in  tabular  crystals,  with  an  uneven 
conchoidal  fracture,  and  submetallic  lustre.  G.  =  5'703,  Zincken ;  5*726  and  5-792,  Bromeis ;  5-779, 
Rammelsberg. 

Another  variety  {^o.  3)  is  iron-black,  with  the  faces  of  a  rhombic  octahedron  largely  developed. 
Fracture  conchoidal.  Lustre  metaUic.  Gr.  =  5-822  and  5-847,  Bromeis;  5-844,  Zincken;  5-863, 
Rammelsberg. 

The  Wolfsberg  ore  (No.  5)  is  iron-black.  The  crystals  are  rectangular  prismatic.  Fracture 
conchoidal.   Lustre  metaUic.    G.  =  5*7 2 6,  Rammelsberg;  5*796,  Zincken ;  5-801  and  5-855,  Bromeis. 

For  Zirkel  on  cryst.  and  history,  see  Ber.  Ak.  Wien,  xlv.  431,  1862.  Zirkel  makes  the  macro- 
diagonal  of  the  crystal  above  the  vertical  axis ;  and  in  this  we  have  not  followed  him,  because 
the  above  is  strictly  the  normal  position  for  the  vertical  axis,  or  that  which  homology  with  the 
cube  requires,  since  0  A  \-i  and  0  A  \-i  are  near  135°.  The  faces  i-i  and  i-i  are  homologous  with 
the  cubic  faces,  and  I,  I  with  the  dodecahedral,  the  angle  between  which,  either  side  of  i-i^  is 
near  90°. 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  and  gives  a  dark-red  sublimate.  In  the  open  tube 
gives  sulphurous  acid,  and  a  white  sublimate  of  oxyd  of  antimony.  B.B.  on  charcoal  fuses  easily, 
and  at  first  coats  the  coal  white,  from  antimonous  acid;  continued  blowing  gives  a  yellow  coating 
of  oxyd  of  lead ;  the  residue,  treated  with  soda  in  R.F.,  gives  a  globule  of  copper. 
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Decomposed  by  nitric  acid,  affording  a  blue  solution,  and  leaving  a  residue  of  sulphur,  and  a 
"white  powder  containing  antimony  and  lead. 

Obs. — Occurs  in  the  mines  of  Xeudorf  in  the  Harz  (which  include  the  Meiseberg  localities), 
where  the  crystals  occasionally  exceed  an  inch  in  diameter;  ah.o  at  Wolfsberg,  Clausthal,  and 
Andrcasberg  in  the  Harz;  with  quartz,  tetrahedrite,  and  phosphorescent  blende,  at  Kapnik  in 
Transylvania,  in  flattened  crystals;  at  Servoz  in  Piedmont,  associated  with  pearl  spar  and 
quartz.  Other  localities  are  the  parish  of  Braunsdorf  and  Gersdorf  in  Saxony,  Olsa  in  Carinthia, 
etc. ;  Endelhon  at  Wheal  Boys  in  Cornwall,  where  it  was  first  found,  and  hence  called  endellione, 
by  Count  Bournon,  after  whom  it  was  afterward  named ;  in  Mexico ;  at  Huasco-Alto  in  Chili ; 
at  Machac:imarca  in  Bolivia  ;  in  Peru. 

Alt.— Occurs  altered  to  cerussite,  malachite,  azurite,  and  also  (as  Rammelsberg  has  shown)  to 
the  mineral  called  v:olclate.  which  occurs  in  similar  crystals,  with  the  same  hardness  and  samt 
sp.  gr.  (5-88 — 5*94  Ramm.).  It  was  originally  from  Wolch  in  Carinthia,  but  occurs  also  at  Olsa, 
with  true  bournonite. 

Schiotter,  in  his  analysis  of  wolchite  from  Welch,  obtained  (Baumgartn.  ZS.,  viii.  284)  S  28*60, 
Sb  16-65,  As  6-04,  Pb  29-90,  Cu  17-.35,  Fe  1-40  =  99-94.  Rammelsberg  found,  as  the  mean  of  4 
analyses  (Min.  Chem.,  80),  S  16-81,  Sb  24-41,  Pb  15-59,  Cu  42-83,  Fe  0-36  =  100,  excluding  the 
percentage  of  mixed  carbonate,  sulphate,  and  antimonial  salts  of  lead  and  copper,  and  some  water. 

120.  STYLOTYPITE.    Stylotyp  v.  KoMl,  Ber.  Ak.  Miinchen,  1865,  i.  163,  1865.  Caiiutillo 

Chilian  miners. 

Orthorliombic.  /A  /  about  92|-°,  near  that  of  Bournonite.  Twins: 
cruciform,  angle  of  intersection  near  90°.    Cleavage:  none  distinct. 

H.=:3.  G.=4'T9.  Lustre  metallic.  Color  iron-black;  streak  black. 
Fracture  imperfectly  conclioidal,  uneven. 

Comp. — 3  (€u,  Ag,  Fe)  S  +  Sb^  S^,  the  species  being  an  iron-silver-copper  bournonite  (ratio  -Gu 
-^  Ag  :  Fe=:2  :  1,  and  €u  :  Ag=6  :  l)  =  Sulphur  24-9,  antimony  31*6,  copper  2-8-2,  silver  S-Q,  iron 
7-3=100.    Analysis:  v.  Kobeh  (1.  c): 

S  Sb  Cu  Fe  Ag 

24-30  30-53  28-00  7-00  S'SO,  Pb,  Zn  ^r.  =  98-l 3 

Pyr.)  etc. — B.B.  decrepitates,  and  fuses  very  easily.    On  charcoal  a  steel-gray  globule,  which 
is  magnetic ;  fumes  of  antimony,  and  some  lead  coating  the  coal. 
Obs. — From  Copiapo  in  Chili. 

Named  from  orOA'/c,  column^  and  nVo?,  for/u,  in  allusion  to  the  columnar  form,  in  which  it  difiera 
from  tetrahedrite,  although  approaching  it  in  composition. 

121.  WITTICHBNITE.  Kupferwismutherz  Selh.,  Denks.  d'Aerzte  u.  Xat.  Schwab.,  i.  419; 
Klapr.,  Beitr.,  iv.  91,  1807.  Bismuth  sulfure  cuprifere  i^r.  Cupreous  Bismuth  ;  Cupriferous  Sul- 
phuret  of  Bismuth.  Wisrauth-Kupfererz  ieon/i.,  1826.  Wittichit Taf.,  13,  1853.  Witti- 
ehenit  Ze/in^.,  Uebers.  1853,  118,  1855. 

Orthorliombic.  Observed  planes  0,  i-i,  i-i,  1-z,  1-2,  /,  and  isomorplious 
w^ith  bournonite,  Breitli.  ;  prismatic  angle  of  110°  50',  Sandberger.  Mas- 
sive and  disseminated  ;  also  coarse  columnar,  or  an  aggregate  of  imperfect 
prisms.    Cleavage  in  one  vertical  direction. 

H.  =  3-5.  G.  =  5  ;  4'3,  fr.  Gallenbach,  Hilger.  Color  steel-gray,  tin- 
wliite,  tarnishing  pale  lead-gray.    Streak  black. 

Comp, — 3  €^u  S  +  Bi^S^  (from  Schneider's  analyses) = Sulphur  19-44,  bismuth  42*11,  coppei 
38-45  =  100;  3  (eu,  Fe)  S  +  Bi'S^  from  Hilger's. 

Analyses:  1,  Klaproth  (1.  c);  2,  Schenck  (Ann.  Ch.  Pharra.,  xci.  232);  3,  Tobler  (ib.,  xcvi.  207); 
4-7,  Schneider  (Pogg.,  xciii.  305,  472,  xcvu.  476,  cxxvii.  302);  8,  Hilger  (ib.,  cxxv.  144): 

S  Bi  Cu  Fe 

1.  Wittichen  12-58  47-24  34-66   =94-48  Klaproth. 

2.  "  17-79  48-13  31-14  2-54=99-60  Schenck. 
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X)l 

3. 

"Wittichen 

17-26 

49-65 

31-56 

2-91=^101-3^  Tobler. 

4. 

16-15 

51-88 

31-31 

 =99-29  Schneider. 

5. 

(( 

15-87 

50-62 

33-19 

 =99-68  Schneider. 

6. 

(( 

(1)17-10 

47-44 

34-09 

0-20,  Co  0-86  =  99-19  Schneider 

(( 

(?)  18-69 

51-40 

28-82 

0-91  =  99-82  Schneider. 

a 

(( 

18-21 

41  -53 

36-91 

3-13  =  99-78  Ililo-er. 

Pyr. — In  the  open  tube  gives  sulphurous  fumes  aud  a  -y^^hite  suhHmate  of  sulpliate  of  bismuth. 
B.B.  on  charcoal  fuses  easily,  at  first  throws  out  sparks,  and  coats  the  coal  witli  ox^d  of  bismuth; 
the  residue  with  soda  in  R.F.  gives  a  globule  of  metallic  copper.  Soluble  in  muriatic  acid,  with 
evolutiou  of  sulphuretted  hydrogen ;  decomposed  by  nitric  acid,  with  separation  of  sulphur. 

Obs, — From  cobalt  mines  with  barite,  near  Wittichen  in  Gallenbach,  Baden ;  analyses  4-6  are 
of  specimens  from  the  Neugliick  mine,  and  7,  8,  from  the  Daniel  mine ;  also  at  Zell,  near  Wolfach ; 
at  Christophsaue  near  Freudeustadt. 

Alt.— Undergoes  easy  alteration,  becoming  yellowish-brown,  then  red  and  blue  externally, 
forming  apparently  covellite ;  also  changing  to  a  greenish  earthy  mineral,  which  is  a  mixture  of 
malachite,  oxyd  of  bismuth,  and  hydrated  oxyd  of  iron ;  also  to  an  earthy  yellow  bismutite  and 
bismuth-ochre.    (Sandberger,  Jahrb.  Min.,  1865,  274,) 


122.  BOULANGERITE.  Plomb  antimonie  sulfure  Boulanger,  Ann.  d.  M.,  III.  vii.  575,  1835. 
Schwefelantimonblei  Germ.  Sulphuret  of  Antimony  and  Lead.  Boulangerit  Thauloii\  Pogg.,  xli. 
216,  1837  ;  Rausm.,  ib.,  xlvi.  281.    Embrithite,  Plumbostib,  Breiih.,  J.  pr.  Ch.,  x.  442,  1837. 

In  plumose  masses,  exhibiting  in  the  fracture  a  crystalline  structure  ; 
also  granular  and  compact. 

H.=:2"5  — 3.  G.  =  5*75— 6'0.  Lustre  metallic.  Color  bluish  lead-gray  ; 
often  covered  with  yellow  spots  ffom  oxydation. 

Comp.— 3  Pb  S  +  Sb-S^= Sulphur  18-2,  antimony  23-1,  lead  58-7  =  100.  Analyses:  1,  Boulan- 
ger (Ann.  d.  M.,  III.  vii.  575);  2,  Thaulow  (Pogg.,  xh.  216);  3,  Bromeis  (Pogg.,  xlvi.  281);  4, 
Briiel  (ib.) ;  5,  Abeudroth  (Pogg.,  xlvii.  493);  6,  Rammelsberg  (3d  Suppl.,  28);  7,  8,  E.  Bechi  (Am. 
J.  Sci.,  II.  xiv.  6L) ;  9,  Geuth  (private  contrib.) : 


S 

Sb 

Pb 

1. 

MoHeres 

18-5 

25-5 

53-9,  Fe  1-2,  Cu  0-9=100  Boulanger. 

2. 

Nasafjeld, 

18-86 

24-60 

55-57  =  99-03  Thaulow. 

3. 

Nertschinsk 

18-21 

25-04 

56-29  =  99-54  Bromeis. 

4. 

19-11 

23-66 

53-87,  Fe  1*78,  Ag  0  05=98-47  Briiel. 

5. 

Ober-Lahr 

19-05 

25-40 

55-60  =  100-07  Abendroth. 

6. 

Wolfsberg 

18-91 

-  25-94 

55-15  =  100  Rammelsberg.    a.  =  5-96. 

7. 

Tuscany,  mass. 
*'  acic. 

17-99 

26-08 

53-15,  Cu  1-24,  Zn  1-41,  Fe  0  35  =  100-23  Bechi. 

8. 

17-82 

26-74 

55-39   "  1-25  "  0-09  '*  0  23  =  101-52  Bechi. 

9. 

Union  Co.,  Nev. 

17-91 

26-85 

54-82,  Fe  0-42,  Ag  ^r.  =  100  Geuth. 

Pyr. — Same  as  for  ziukenite. 

Obs.— Quite  abundant  at  Molieres,  department  of  G-ard,  in  France ;  also  found  at  Nasafjeld  in 
Lapland;  at  Nertschiusk ;  Ober-Lahr  in !Sayu- Altenkirchen ;  Wolfsberg  in  the  Harz ;  near  Bottino 
in  Tuscany,  both  massive,  acicular,  and  fibrous. 

EmhritJute  is  from  the  locality  of  boulangerite  at  Nertschinsk,  and  is  probably  the  same  species. 
It  is  granular  in  texture,  of  a  lead-gray  color,  has  G.  =  6-29 — 6-:Ul ;  and  contains,  according  to 
Plattner  (1.  c),  lead  53*3,  copper  0-8,  silver  0-04,  along  with  antimony  and  copper.  Named  from 
iuiiuSni^  heavy. 

Plumbostib  is  also  from  Nertsehinsk.  It  consists,  according  to  Plattner,  of  antimony,  arsenic, 
sulphur,  a  little  iron,  with  58-8  p.  c.  of  lead;  and  appears  to  be  boulangerite.  Named  fvom  plum- 
hum  and  stibium. 


123.  KOBELLITE.    KobeUit  Satterberg,  Ak.  H.  Stockh,,  188,  1839  ;  Jahresb.,  xx.  215. 

Resembles  gray  antimony,  but  brighter  in  lustre ;  structure  radiated. 
G.=:6-29  — 0-32,  Satterberg  ;  6*145,  Eamm.    Soft.    Color  blackish  lead- 
gray  to  steel-gray.    Streak  black. 

Comp — (3  Pb  S  +  Bi^  S^)  +  (3  Pb  S  +  Sb^  S')  Ilamm.=3  Pb  S  +  (Bi,  Sb)^  S'=Sulphur  16-8,  bismuth 
18-2,  antimony  10*6,  lead  54*4=100. 
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Analyses :  1 ,  Satterberg-  (loc.  cit.) ;  2,  Rammelsberg  (J.  pr.  Ch.,  Ixxxvl  340) : 

S  Sb  Bi         Pb         Fe  Cu 

1.  17-86         9-24       27-05       40-12       2-96       O'SO,  gangue  l-45  =  99-48  S. 

2.  17-47       10-43       20-52       48-78       1-55   =98-75  R. 

Rammelsberg's  analysis  represents  the  composition  of  pure  kobellite  after  excluding  5  61  p.  c 
cobaltiferous  pyrites,  and  3-tj7  p.  c.  chalcopyrite,  present  as  mechanical  impurities  iu  the  speci- 
men analyzed. 

Pyr.,  etc. — B.B.  in  the  closed  tube  fuses  and  gives  a  faint  sublimate  of  sulphur.  In  the  open 
tube,  sulphurous  fumes  and  a  sublimate  of  oxyd  of  antimony.  On  charcoal  fuses  and  forms  a 
coating,  thp  outer  edge  of  which  is  white  from  antimonous  acid,  etc.,  and  near  the  assay  dark 
vellow.    Soluble  in  concentrated  muriatic  acid,  with  evolution  of  sulphuretted  hydrogen. 

Obs. — From  the  cobalt  mine  of  Hvena  iu  Sweden,  associated  with  actinolite,  chalcopyrite,  and 
small  reddish-white  crystals  of  a  cobaltiferous  mispickel  (Kobaltarsenikkies).  Named  after  von 
Kobell. 

124.  AIKINITE.  Nadelerz  3Iohs,  Null's  Kab.,  iii.  726,  1804.  Bismuth  sulfure  plumbo-cupri- 
ft-re  Tabl,  105,  1809.  Needle  Ore;  Acicular  Bismuth ;  Cupreous  Bismuth.  Aikinite  Chap- 
man, Min.,  127,  1843.  Patrinito  Haid.,  Handb.,  5G8,  1845.  Belonit  Glock.,  Syn.,  27,  1847. 
Aciculite  Meal,  Min.,  487,  1849. 

Orthoi'liombic.  /a/=110°  nearly,  Homes.  Crystals  long,  imbedded, 
acicular^  lono^itiidinally  striated.    Also  massive. 

II.  =  2-2-5.  G.  =  6-l— 6-8;  G-T57,  Frick.  Lustre,  metallic.  Color 
blackish  lead-gray,  with  a  pale  copper-red  tarnish.  Opaque.  Fracture 
uneven. 


S 

Bi 

Pb 

Cu 

1.  Beresof 

1605 

34-62 

85-69 

11-79 

2. 

16-61 

36-45 

36-05 

10-59 

3. 

18-78 

27-93 

40-10 

12-53 

4. 

16-50 

34-87 

36-31 

10-97 

Comp.— (3  €u  S  +  Bi2  S=')  +  2  (3  Pb  S  +  Bi^  S')  =  3  (^u,  Pb)  S  +  Bi^  S'=Sulphur  16-7,  bismuth 
86-2.  lead  36-1,  copper  11-0=100.    Supposed  to  be  isomorphous  with  bournonite. 

Analyses:  1,  2,  Frick (Pogg.,  xxxi.  529) ;  3,  Chapman  (PhU.  Mag.,  III.  xxxi.  541) ;  4,  Hermann 
(J.  pr.  Ch.,  Ixxv.  452) : 

Ni 

 =98-15  Frick;  G.  =  6-757. 

 =99-70  Frick. 

 =99-64  Chapman;  G-.=6-]. 

0-36,  An  0-09=100  Herm. 

Pyr.,  etc. — In  the  open  tube  gives  sulphurous  fumes,  and  also  a  white  sublimate,  which  may 
be  fused  into  clear  drops  that  are  white  on  cooling;  the  assay  becomes  surrounded  with  a  black 
fused  oxyd,  which  on  cooUng  is  transparent  and  greenish-yellow.  B.B.  on  charcoal  fuses  and 
gives  a  white  coating,  yellow  on  the  edge  nearest  the  assay ;  with  the  fluxes,  reactions  for  cop- 
per, and  after  long  blowing  a  globule  of  metallic  copper. 

Decomposed  by  nitric  acid,  with  separation  of  sulphur  and  sulphate  of  lead. 

Obs. — Occurs  at  Beresof  near  Katharinenburg,  Urals,  with  gold,  malachite,  and  galenite,  in 
white  quartz.  In  the  United  States,  in  the  gold  region  of  Georgia  (?)  in  slender  crystals,  some 
of  which  have  a  centre  of  gold,  and  others  are  altered  to  bismuth-ochre  or  cupreous  carbonate  of 
bismuth  (Genth,  Am.  J.  Sci.,  JI.  xxxiii.  190);  probably  at  Gold  Hill,  Rowan  Co.,  N.  Carolina. 

Alt. — Occurs,  as  just  stated,  altered  to  bismuth-ochre  and  native  gold. 

Retzbanyite  ^ermaww  (J.  pr.  Ch.,  Ixxv.  450,  1859).  A  lead-gray  ore  of  bismuth,  occurring 
mixed  with  the  product  of  its  alteration,  at  Retzbanya  in  Hungary.  It  is  without  trace  of  crys- 
tallization ;  H.  =  2-5;  G.  =  6-21.  Afi"orded  Hermann,  S  11-93,  0  7-14,  Bi  38-38,  Pb  36-01,  Ag 
1-93,  Cu  4-22  =  99-61. 

125.  TETRAHJjDRITE.  Argentum  arsenico  cupro et  ferro  mineralisatum,  Falerts,  Grauerts, 
Miuera  argenti  grisea.  Wall,  313,  1747.  Falerz,  Argentum  cupro  et  antimonio  sulph.  mineral- 
isatum, CronsL,  157,  1758;  Pyrites  cupri  griseus,  Falilkupfererz,  Cronst,  175,  1758.  Argentum 
einereum  crystallis  pyramidatis  trigonis  v.  Born,  Lithoph.,  i.  82,  1772.  Cuprum  cinereum  cryst. 
trigonis,  etc.,  v.  Born,  ib.,  1 08.    Fahlerz,  Kupferfahlerz,  Schwarzerz  pt.,  Antimonfahlerz,  Germ 
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Mine  de  cuivre  grise  de  Lisle,  Crist.,  iii.  315  (with  figs,  cryst.),  1783.  Cuivre  gris  Fr.  Gray 
Copper  Ore.  Panabase  Beid.,  Tr.,  ii.  43S,  1832.  Tetraedrit  Raid,  Ilandb.,  563,  1845.  Clino. 
edrit  pt.,  Falilit,  Breith.^  B.  H.  Ztg.,  xxy.  ISl. 

Argentif. :  Argentum  rude  album  pt.  Agric,  Poss.,  362,  1546.  Weisgylden.  Miuera  argeuti 
albapt.,  Wall,  312,  1747;  Cronstedt,  156,  1758.  Weissgultigerz  pt,  Silberfahlerz,  Graugiltigerz 
pt.,  ScbvrarzgQtigerz  pt,  Germ.  Freibergit  Kmng.,  Min.,  117,  1S53.  Polrtelit  v.  Kob.,  Taf.,  10, 
18f.3  [not  of  Glock.,  Syn.,  31,  1847]. 

Jfercurial :  SdliwaTzerz  i)t.  Wern.  Quecksilberfalilerz.  Graugiltigerz  pt  iTizy-sm.  Spauiolith 
V.  Kob.,  Min.  Xamen,  93,  1853.  Scliwatzit  Kenng.,  Min.,  L  c,  1853.  Hermesit  Breiih.,  B.  H. 
Ztg.,  xsv.  182. 

Isometric;  tetrahedral.  Observed  planes:  tliose  off.  117,  Tvitli  also -1-1, 
5-5?^  -V--^;  on  one  crystal  from  Kahl,  1,  2-2,  ff,  ^2.1^^  _2-2, 
— i-i,  —5-5?,  with  0  and  z',  Hessenberg.  Twins,  composition  face  octahe- 
dral, producing,  when  the  composition  is  repeated,  the  form  in  f.  119,  the 
simpler  condition  of  which  is  shown  in  f.  118,  a  solid  seemingly  made  of 


two  interpenetrating  tetrahedrons  ;  also  forms  similar  to  f.  62,  63,  p.  21,  in 
which  the  tetrahedrons  are  united  in  a  reversed  position.  Also  massive  ; 
granular,  coarse,  or  fine  ;  compact  or  crjpto-crystalline. 

IL.=z3—4:-D.  G.=4:'D — 5 "11.  Lustrc  metallic.  Color  between  light 
flint-gray  and  iron-black.  Streak  generally  same  as  the  color  ;  sometimes 
inclined  to  brown  and  cherry-red.  Opaque ;  sometimes  subtranslucent  in 
very  thin  splinters,  transmitted  color  cherry-red.  Fracture  subconchoidal 
— uneven.    Eather  brittle. 

Comp.,  Var. — i  Cu  S-Sb-  S\  with  part  of  the  copper  often  replaced  by  iron.  zinc,  silver,  or 
quicksilver,  and  rareh^  cobalt  and  part  of  the  antimony  by  arsenic,  and  rarely  bismuth;  whence 
the  general  formula  4  (-Gu,  Fe,  Zn,  Ag,  Hg)  +  (Sb,  As,  Bij-  SI  Eatio  Ag-j-tru:  Zn  +  Pe  generally 
=  2:1.    There  are  thus  : 

A.  Au  antimonial  series ; 

B.  An  arsenio-antimouial  series  ; 

C.  A  bismuthic  arsenio-antimcnial ; 

besides  an  arserdcal.  in  which  arsenic  replaces  aU  the  antimony,  and  which  is  made  into  a  distinct 
species  named  tennantiie.  In  the  analyses  below  the  largest  amount  of  arsenic  given  is  about  20 
p-  c.  (anal.  20.) 

Tar.  1.  Ordinary.  Containing  little  or  no  silver  (Cupreous  tetrahedrite  ;  Kupferfahlerz,  Lichtes 
Pahlerz,  G-raugiltigerz  pt.,  Germ.).    Color  steel-gray  to  dark  gTay.    G-.  =  5 — 5 '8. 

2.  Argtntijerous ;  Freibergite  (Syn.  above).  Liglit  steel-gray,  sometimes  iron-black.  (x,=:4-8 
— 5,  or  less. 

3.  Mercuriferous ;  Schwatzite  (Syn.  above\  Color  gray  to  iron-black,  (^.  —  b — 5*6.  Breithaupt 
designates  the  ore  of  Schwatz  alone  schwaizUe,  having  Gr.  =  5*107  ;  that  of  Kotterbach  and  others, 
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having  G.=5'2 — 5-28,  spanioUte ;  that  of  Moschellandsberg,  haAdng  Gr.=:5  5 — 5*566,  hermesite 
(from  the  Greek  for  Mercuriiis),  it  affording  Hg  24"10,  Ag  5"62.  But  another  ore  from  Moschel* 
landsberg  contains  Hg  17*32  p.  c,  and  no  silver,  a  fact  which,  shows  the  futihty  of  attempts  to 
divide  up  tetrahedrite  into  distinct  groups  or  species. 

4.  Platiniferous.  An  ore  from  Guadalcanal,  Spain,  contains,  according  to  Yauquelin,  1 — 10  p.  c. 
of  platinum. 

In  distinguishing  these  varieties,  color,  as  above  seen,  is  a  poor  criterion,  it  depending  largely 
on  the  amount  of  iron  present.  The  argentiferous  ores  are  commonly  the  lighter  gray,  but  not 
always  so. 

Analyses:  Ordinary.  1.  Kerl  (B.  H.  Ztg.,  1853,  No.  2);  2,  Bromeis  (Pogg.,  Iv.  117);  3,  Ame- 
lung  (Ramm.,  3d  Suppl.,  51);  4.  Klaproth  (Beitr.,  iv.  61);  5,  H.  Rose  (Pogg.,  xv.  576);  6,  C. 
Kuhlemann  (ZS.  nat.  Ver.  HaUe,  viii.  5i  0,  Jahresb.,  1856,  834);  7,  J.  L.Smith  (Am.  J.  Sci.,  II. 
xliii.  67);  8,  Sandraann  (Ann.  Ch.  Pliarm.,  Ixxxix.  364);  9,  H.  Rose  (I.e.);  10,  Wandesleben 
(Jahrb.  Pharm.  ii.  105,  Jahresb.,  1854,  814) ;  11,  A.  Lmve  (Rose's  Reis.  Ural,  i.  197) ;  12,  Wittstein 
(Viert.  pr.  Pharm..  iv.  72);  13,  Sandmann  (1.  c.) ;  14,  Saudberger  (Jahrb.  Miu.,  1865,  584);  15,  H. 
Rose  (1.  c.) ;  1 6,  Ebelmen  (Ann.  d.  M.,  lY.  xi.  47) :  17,  H.  Rose  (1.  c.) ;  18,  Hilger  (Jahrb.  Min.,  1865, 
591);  19,  20,  v.  Bibra  (J.  pr.  Ch.,  xcvi.  2()4). 

Argentiferous.  21,  Svanberg  ((Efv.  Ak.  Stockh.,  iv.  85);  22,  C.  Kuhlemann  (1.  c.) ;  23,  J.  L. 
Smith  (Gilliss's  Exp.,  ii.  91);  24,  H.  Rose  (1.  c);  25  J.  L.  Smith  (Am  J.  Sci.,  II.  xliii.  6  7);  26, 
Sander  (Ramm.,  1st  Suppl.,  52);  27-29,  Rammelsberg  (Pogg.,  Ixxvii.  251);  30,  PaykuU(CEfv.  Ak. 
Stockh.,  1866,  85,  J.  pr.  Ch.,  c.  62) ;  31,  F.  A.  Genth  (Am.  J.  Sci.,  II.  xvi.  83) ;  32,  Klaproth  (Beitr., 
iv.  7H);  33,  34,  H.  Rose  (I.e.). 

Mercurial.  35-87,  v.  Hauer  (Jahrb.  g.  Reichs.,  1852,  98,  J.  pr.  Ch.,  Ix.  55) ;  38,  Klaproth  (Beitr., 
iv.  65);  39,  v.  Hauer  (1.  c);  40,  41,  Kersten  (Pogg.,  lix.  131,  Ixvii.  428) ;  42,  C.  Bechi  (Am.  J.  Sci., 
II.  xiv.  60);  43,  Scheidhauer  (Pogg.,  Iviii.  161);  44,  v.  Hauer  (1.  c);  45,  H.  "Weidenbusch  (Pogg., 
Ixxvi.  86);  46,  G.  v.  Rath  (Pogg.,  xcvi.  322);  47,  (EUacher  (Jahrb.  Min.,  1865,  5y4): 


1.  Containing  Utile  or  no  Silver. 


S 

,  Sb 

As 

Cu 

Ee 

Zn 

Ag 

1. 

Rammelsberg,  mas. 

25-82 

28-78 

37-95 

2-24 

2-52 

0-67  =  97-98  Kerl. 

2. 

Durango 

23-76 

25-97 

37-11 

4-42 

5-02 

1-09.  Pb  0-54,  und.  0-47 

98-88  Bromei?. 

3. 

Kamsdorf 

23-73 

28-87 

tr. 

38-78 

5-03 

3-59 

 =100  Amelung. 

4. 

Kapnik 

28-00 

22-00 

87-75 

3-25 

5-00 

0-25  =  96-25  Klaproth. 

5. 

25-77 

23-94 

2-88 

37-98 

0-86 

7-29 

0-62=99-34  Rose. 

6. 

Andreasberg 

25-22 

27-38 

0-67 

37-18 

3-94 

5-()0 

1-58  =  100-97  Kuhlemann. 

1. 

Arkansas 

26-71 

26-50 

1-02 

36-40 

1-89 

4-20 

2-30=99-02  Smith. 

8. 

Mornshausen 

(1)  24-61 

25-65 

1-65 

38-17 

1-59 

6-28 

0-62,  Ni  ^r.  =  "^8-57  Sandm. 

9. 

Dillenburg 

25-03 

25-27 

2-26 

38-42 

1-52 

6-85 

0-88  =  100-18  Rose. 

10.  Freiberg 

27-27 

17-40 

2-40 

42-02 

8-41 

1-89 

0  06  =  99  45  Wandesleben. 

11. 

Beresof 

26-10 

21-47 

2-42 

40-57 

2-92 

5-07 

[0-56]  =  99-11  Lowe. 

12. 

Cornwall 

25-64 

23-66 

4-40 

39-18 

6-99 

 =99-87  Wittstein. 

13. 

Stalilberg 

(1)  25-52 

19-71 

4-98 

38-41 

2-29 

6-50 

0-69,  Ni  tr.,  Si  0-36  =  98-46 

Sandmnnu. 

14. 

Schwarzwald 

26-40 

14-72 

6-98 

33-83 

6-40 

1-37,  Co  4-21,  Ni  tr.,  Bi4-o5 

=  98-46  Saudberger 

15. 

Gersdorf 

26-33 

16-52 

7-21 

88-63 

4-89 

2-76 

2-37  =  98-71  Rose, 

16. 

Algeria 

27-25 

14-77 

9-12 

41-57 

4-66 

2-24 

 =99-61  Ebehnen. 

17. 

Elsace 

26-83 

12-46 

10-19 

40-60 

4-66 

3-69 

O-f.O,  quartz  0-41  =99-44  R. 

18. 

Kahl,  in  Zechstein 

28-34 

15-05 

10-19 

32-04 

4-85 

3-84 

0-22,  Co  2-95.  Pb  0-48,  Bi 

1-88='.  9-74  Hilger. 

19.  Algodon,  Bolivia 

]9-66 

18-00 

1 9-30 

36-35 

4-29 

0-58,  Hg  ^r.  =  98-18  Bibra. 

20. 

21-14 

11-64 

20-05 

38-72 

6-33 

0-45,  Pb,  Hg  ir.  =  9»-33  .B. 

2.  Containing  Silver :  Freibergite. 


21.  Aphthoniie 

22.  Clausthal 

23.  Chih 

24.  Clausthal 

25.  Arkansas 

26.  Clausthal 


30-05    24-77    tr.      32-91  1-31 


25-  54 

26-  83 

24-  73 

25-  32 
24-10 


27-  64 
23-21 

28-  24 
27-01 
26-80 


3-05 


0-61 


34-59 
36-02 

34-  48 
33-20 

35-  70 


6-23 
2-86 
2-27 
0-82 
4-50 


6-40    3-09,     Pb  0-04,     Co  0-49, 
gangue  l-29  =  l()0-:;7  Svanberg. 

3-  -J3    3-18=100-61  Kuhlemann. 

4-  52    8-41  =99-40  Smith. 

5-  55    4-97  =  100-24  Rose. 

6-  10    4-97  =  98-03  Smith. 
:  100-90  Sand 
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S 

Sb 

As 

Cu 

Fc 

Zu 

Ag 

27.  Meiseberg,  massive 

24-22 

26-44 



31-53 

4-36 

3-25 

7-27 

=  97-07  Ramm. 

28.  " 

24-G9 

25-74 

32-46 

4-19 

s-oo 

7-55 

=  97-63  Jlainm, 

29.        "        cry  si. 

24-80 

2f.-oG 

30-47 

3-52 

3-39 

10-48, 

,  Pb  0-78  =  1 00  Ramm 

30.  Longban 

23-32 

[28-76] 

30 -14 

1-86 

6-02 

10-0') 

=  1 0<J  PaykuU. 

31.  Cabarrus,  N.  C. 

25-48 

17-76 

11-55 

3()-73 

1-42 

2-53 

if) -5  3 

=  100  Gentb. 

32.  WoUach 

25-50 

27-00 

25-50 

7-00 

13-25 

=  98-25  Klaproth 

33. 

23-52 

26-63 

25-23 

3-72 

3-10 

17-71 

=99-91  Rose. 

34.  Freiberg 

21-17 

24-63 

14-81 

5-98 

0-99 

31-29 

=  98-87  Rose. 

3.  Containing  Mtrcury :  Spaniolite.  Hg 


35. 

Poratsch,  Hungary 

22-00 

31-56 

39-04 

7-38 

0-1-2 

0-52 

=  100-62  Hauer 

36. 

u  u 

19-38 

33-33 

34-23 

9-46 

0-10 

3-57 

=  10()-07  Hauer 

37, 

il  (( 

24-89 

30-18 

32-80 

5-85 

0-07 

557 

=  99-3. llauer. 

38. 

((  (( 

26-00 

19-50 

39  00 

7-50 

6-25 

=  '.t.S-25  Klap. 

39. 

24-37 

25-48 

tr. 

30-58 

1-46 

0-09 

lG-0!t 

=  98-r)7  Hauer. 

40. 

Y.  di  Castello 

24-17 

27-47 

35-80 

1-89 

6-05 

0-33 

2-70 

=  9^-  +  !  Kersten, 

41. 

Angina,  Tuscany 

23-40 

27-47 

35-90 

1-93 

6-24 

0-33 

2-7' » 

=  97-97  Kersten, 

42. 

24-14 

26-52 

37-72 

•  1  -64 

6-23 

0-45 

3-113 

=  99-73  Bechi. 

43. 

Iglo.  Hungary 
Zavatka  " 

(5)  24-74 

19-34 

4-23 

37-54 

5-21 

1-07 

tr. 

7 -ST 

=  100  Scheidh. 

44. 

25-90 

2o-70 

tr. 

36-59 

T-ll 

0-11 

3-()7 

=  90-48  Hauer. 

45. 

Schwatz,  Tyrol 

22-96 

21-35 

34-57 

2-24 

1-34 

15-57 

.    gangue  0-80  = 

9s- 

S3  AVeidenbusch. 

46. 

Kotterbacb 

(1)  22-53 

19-34 

2-94 

35-34 

0-87 

0-69 

17-27 

,  Pb  0-21,  Bi  0-81 

=  100  Rath. 

47. 

Moschellandsberg 

21-90 

23-45 

0-31 

32-19 

1-41 

0-10 

0-10 

17-32,  Co  0-23.  Bi  1-57, 

gangue  1-39  =  99-87  0. 


G.  in  anal.  12,  4-73;  13,4-58;  21,4-87;  27,4-39—4-946;  28,4-526;  29,4-652;  35,4-5^2;  36, 
4-762;  37,  4-733;  39,  5-107;  41,  4-84;  44,  4-6o5  ;  45,  5-107;  46,  5-356. 

Cobalt  occurs  in  the  ore  of  Schwarzwald,  Moschellandsberg,  Schottenh5feu  near  Zell.  Clara  near 
Schapbach,  and  others. 

Pyr.,  etc, — Differ  in  the  dififerent  varieties.  In  the  closed  tube  all  fuse  and  give  a  dark-red 
sublimate  of  sulphid  of  antimony ;  when  containing  mercury,  a  faint  dark-gray  sublimate  appears 
at  a  low  red  heat ;  and  if  much  arsenic,  a  sublimate  of  sulphid  of  arsenic  first  forms.  In  tlie  open 
tube  fuses,  gives  sulphurous  fumes  and  a  white  sublimate  of  antimony;  if  arsenic  is  present,  a 
crystalline  volatile  sublimate  condenses  with  the  antimony ;  if  the  ore  contains  mercury  it  con- 
denses in  the  tube  in  minute  metaUic  globules.  B.B.  on  charcoal  fuses,  gives  a  coating  of  anti- 
monous  acid  and  sometimes  arseuous  acid,  oxyd  of  zinc,  and  oxyd  of  lead ;  the  arsenic  may  be 
detected  by  the  odor  -when  the  coating  is  treated  in  R.F. ;  the  oxyd  of  zinc  assumes  a  green  color 
when  heated  with  cobalt  solution.  The  roasted  mineral  gives  with  the  fluxes  reactions  for  iron 
and  copper  ;  with  soda  jdelds  a  globule  of  metallic  copper.  To  determine  the  presence  of  a  trace 
of  arsenic  by  the  odor,  it  is  best  to  fuse  the  mineral  on  charcoal  with  soda.  The  presence  of  mer- 
cury is  best  ascertained  by  fusing  the  pulverized  ore  in  a  closed  tube  with  about  three  times  its 
weight  of  dry  soda,  the  metal  subliming  and  condensing  in  minute  globules.  The  silver  is  de- 
termined by  cupellation. 

Decomposed  by  nitric  acid,  with  separation  of  sulphur  and  antimonous  and  arseuous  acids. 

Obs. — The  Cornish  mines,  near  St.  Aust.,  have  afibrded  large  tetraliedral  crystals,  with  j-ougliand 
dull  surfaces.  More  brilliant  crystallizations  occur  at  the  Levant  mine  near  St.  Just,  at  ( 'ondur- 
row  mine  and  other  places  in  Cornwall;  at  Andreasberg  and  Clausthal  hi  the  Harz ;  Kremnitz 
in  Hungary ;  Freiberg  in  Saxony  •  Przibram  in  Bohemia ;  Kahl  in  Spessart ;  Kapnik  in  Transyl- 
vania; Dillenburg  in  Nassau;  and  other  localities  mentioned  above. 

The  ore  containing  mercury  occurs  in  Schniolnitz,  Hungary ;  at  Poratsch,  Zavatka,  and  Kotter- 
bach  near  Iglo;  at  Sehwatz  in  the  Tyrol:  and  in  the  valleys  of  Angina  and  Castello  in  Tuscany. 

Tetrahedrice  is  found  in  America;  in  Mexico,  at  Dnranuo.  etc.;  at  various  mines  in  Chih;  in 
Bolivia;  at  the  Kellogg  mines,  10  m.  X.  of  Little  Rock,  Arkansas,  with  galenite.  In  California  in 
Mariposa  Co.,  in  the  Phie  Tree  gold  vein  and  others ;  in  Shasta  Co.,  Chicago  claim.  In  Nevada, 
abundant  at  the  Sheba  and  De  Soto  mines,  Humboldt  Co.,  massive  and  rich  in  silver  (tlie  De  Soto 
containing  16-4  p.  c.  of  silver,  AUen);  near  Austin  in  Lander  Co.;  in  Arizona  at  the  Heintzelmau 
mine,  contaimng  1-|-  p.  c.  of  silver ;  at  the  Santa  Rita  mine. 

Alt. — Chalcopyrite,  malachite,  azurite,  amalgam,  bournonite,  erythrite,  cinnabar,  covellite, 
occur  as  pseudomorphs  after  tetrahedrite.  Also  a  red  pulverulent  mineral,  consisting  of  an  acid 
of  antimony,  oxyd  of  copper  or  oxyd  of  mercury,  etc.    (See  AnimioJite.) 

Anniviie  of  Brauns  (Mitth.  nat.  Ges.  Bern,  1854,  Keuugott's  Ueb.,  1855),  from  the  Anuiver 
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valley  in  the  Yalais,  is  probably,  according;  to  Kenngott,  only  tetrahedrite.  Brauns  obtained  S 
23-75.  Sb  8-80,  As  10-96,  Bi  4-94,  Cu  35-57^  Fe  3-85,  Zu  2-i)l,  quartz  9-4i'=  1 00-28.  Excluding  the 
v|uartz,  the  composition  corresponds  nearly  to  4  E,  S  +  (As-S^,  Sb^  S^,  Bi'- 3^).  It  occurs  only 
massive,  and  is  mixed  with  chalcopyrite. 

Studerite  of  Fellenberg  (Mitth.  nat.  Ges.,  Bern,  1864,  178)  is  a  similar  compound  (Kcnng., 
Min.  d.  Schweiz,  402).  It  is  from  Ausserberg  in  the  Upper  Yalais,  S\\itzerland.  Fellenberg 
obtained,  S  24-70,  Sb  15-43,  As  11-38,  Bi  0-57,  Cu  37-89,  Fe  2-73,  Zn  5-06,  Pb  0-38,  Ag  0-95, 
gangue  1-81.    G-.  =  4-657. 

A.  FiELDiTE. — An  ore  from  mine  Altar,  30  leagues  from  Coquimbo,  afforded  F.  Field  (Q.  J.  Ch. 
Soc,  iv.  332),  S  30-35,  As  3-91,  Sb  20-28,  Cu  ;^6-7"2,  Zn  7-26,  Fe  1-23,  Ag  0-075,  An  0-003.  It  is 
soft,  of  greasy  appearance,  greenish-gray,  sh'ghtly  reddish,  with,  powder  bright-red.  Domeyko 
considers  it  impure  with  blende,  pyrite,  and  galenite.  Etthng  observes  (ib.,  vi,  140)  that  the  con- 
stitution is  analogous  rather  to  enargite  than  tetrahedrite,  corresponding  to  the  formula  4  (€u, 
Zu,  Fe,  Ag)  S  +  (Sb,  As'^)  SI    Kenngott  has  named  it  Fieldite. 

B.  Aphthontte  (or  Aftonite)  Svanberg. — A  steel-gray  ore,  resembling  tetrahedrite,  if  not  iden- 
tical with  it;  H.  =  3;  G.=4'87;  and  it  contanis,  according  to  Svanberg  (Berz.  Jahresb,,  xxvii. 
236),  S  30-05,  Sb  (with  tr.  of  As)  24-77,  Cu  32-91,  Ag  3-i)9,  Zn  6-40,  Fe  1  31,  Co  U-49,  Pb  0-04, 
gangue  1-29  =  100-35.  Ratio  of  sulphid  of  antimony  to  that  of  the  other  metals,  3  :  6-4.  From 
Wermland  in  Sweden. 

126.  PoLYTELiTE  Glock.^  Syn.,  31,  1847.  (Y'eissgiiltigerz  pt.)  An  ore  consisting  mainly  of 
lead,  silver,  antimony,  and  sulphur.  Glocker  cites  Rammelsberg's  analysis  (Pogg.,  Ixviii.  515, 
Min.  Ch.,  99)  of  an  ore  from  Hofihung  Gottes  mine  near  Freiberg,  a  fine-granular  ore,  having  G. 
=5*438 — 5-465,  apparently  homogeneous  but  somewhat  mixed  with  blende  and  pyrite.  Klaproih 
analyzed  a  related  weissguUigerz  from  the  Hinamelsfurst  mine  near  Freiberg  (Beitr.  i.  166). 

S  Sb        Cu         Fe         Zn        Pb  Ag 

1.  Himmelsfiirst,  ]3'21         8-50    2-42    51-81       22-00  =  97-94  K. 

2.  "  dark      22-39       21-88    1-79    41-73         9  41=97-20  K. 

3.  Hoflf.  G.  22-53       22-39       0  32       3-83       6-79       38-36         5-78  =  100  R. 


Rammelsberg  makes  the  mineral,  from  his  analysis,  a  silver-lead  tetrahedrite,  with  the  formula 
4  (Pb,  Ag,  Fe,  Zn)  S  +  Sb^      in  which  the  ratio  Fe  :  Zn  :  Pb  +  Ag=2  :  3  :  6,  and  Pb  :  Ag=7  :  1. 


127.  TENNANTITE.  Gray  Sulphuret  of  Copper  in  dodecahedral  crystals  Soicerhy^  Brit.  Min., 
1817.  Tennantite  Wm.  &  R.  Phillips,  Q.  J.  Sci.,  vii.  95,  100,  1819.  Arsenikalfahlerz  Germ. 
Kupferblende  Breitli.,  Char.,  181,  251,  1823,  Pogg.,  ix.  613,  1827.  Sandbergerit  BreUli.,  B.  H. 
Ztg.,  XXV.  187,  1866. 

Isometric ;  hololiedral,  Phillips.  Observed  planes  (9,  /,  1,  2-2,  f-f . 
Figs.  55,  67,  58,  and  18  with  planes  of  55.  Cleavage:  dodecahedral  im- 
perfect.   Twins  as  in  tetrahedrite.    Massive  forms  unknown. 

H.  =  3-5-4.  "G.=4-3T-4:'53;  4-37-449,  Cornwall;  4-53,  Skiitterud. 
Lustre  metallic.  Color  blackish  lead-gray  to  iron-black.  Streak  dark 
reddish-gray.    Fracture  uneven. 

Comp. — 4  (6u,  Fe)  S  +  As'^  S^,  agreeing  in  crystalline  form  and  general  formula  with  tetrahe- 
drite. Analyses:  1,  Phihips  (1.  c);  2,  Kudernatsch  (Pogg.,  xxxviii.  397);  3,  Wackernagel 
(Ramm,  Min.  Ch.,  88);  4,  Rammelsberg  (Min.  Ch.,  88);  5,  Fearnley  (Scheerer  in  Pogg.,  Ixv.  298); 
6,  Plattner  (Pogg.,  Ixvii.  422);  7,  Merbach  (B.  H.  Ztg.,  xxv.  187): 


S 

As 

Cu 

Fe 

Zu 

1. 

Trevisane,  Cornw. 

30-25 

12-46 

47-70 

9-75 

 =100-16  PhiUips. 

2. 

a  u 

27-76 

19-10 

48-94 

3-57 

 Ag  tr.,  Si  0-08  =  99-45  Kud. 

3. 

26-88 

20-53 

48-68 

3-09 

 =  99-18  Wack. 

4. 

(C  (( 

26-61 

19-03 

51-62 

1-95 

 =  99-21  Ramm. 

0. 

Skutterud,  G.=4-53 

Kujyferblende 

29-18 

19-01* 

42-60 

9-21 

 =100  Fearnley. 

6. 

28-11 

18-88 

41-07 

2-22 

8-89.  Ag,  Sb,  ir.,  Pb  0-34=99-51  PL 

7. 

Sandbergtriie 

25-12 

14-75 

41-08 

2-38 

7-19,  Sb  7-19,  Pb  2-77  =  100-48  Merbach. 

The  Kupferblende  Breith.  (or  zincfahlerz),  from  near  Freiberg  (anal.  6),  has  part  of  the  iron 
replaced  by  zinc.    Its  streak  is  brownish  or  dirty  cherry-red;  G.=4-2 — 4-4.    The  sandhei geriU 
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(anal.  1),  from  L.  Morococha  in  Peru,  is  stated  to  have  cubic  cleavage,  an  iron-black  color,  and  Gr. 
=4-369;  it  is  in  tetraliedral  crystals,  having  also  the  planes  i,  2-2. 

Pyr. — In  the  closed  tube  gives  a  sublimate  of  sulphid  of  arsenic.  In  the  open  tnhe  gives 
sulphurous  fumes,  and  a  sublimate  of  arsenous  acid.  B.B.  on  charcoal  fuses  witli  intumescence 
and  emission  of  arsenic  and  sulphur  fumes  to  a  dark-gray  magnetic  globule.  The  roasted  mineral 
gives  reactions  for  copper  and  iron  with  the  fluxes ;  with  soda  on  charcoal  gives  metallic  copper, 
with  iron. 

Obs. — Formerly  found  in  the  Cornish  mines,  particularly  at  "Wheal  Jewel  in  G-wennap,  and 
Wheal  Unity  in  Gwiuear,  usually  in  splendent  crystals  investing  other  copper  ores ;  but  latterly 
not  met  with  unless  at  East  Relistian  mine.    Also  at  Skutterud  in  Norway,  and  in  Algeria. 

Kamed  after  the  chemist,  Smithson  Tennant. 


128.  MENEGHINITE.    Bechi,  Am.  J.  Sci.,  II.  xiv.  60,  1852. 

Monoclinic,  v.  Katli.  Observed  planes  :  vertical,  i-i,  7J  i-^^  i~2,  i-^, 
^-|-,  i-3  ;  liemidomes  2-^,  -1-^',  -2-^;  liemioctaliedral,  2-2,  and  four  others. 
I A  1=1^0^  16',  i-2  A  i-2,  front,  108°  17',  i-s  A  i-3,  front,  85°  23',  i-i  A 
=  110°  0',  i-i  A  -2-^=121:°  30',  i-i  A  l-^r=107°  54',  i-i  A  2-^=121:°  29'. 
Crystals  slender  prismatic.  Twins  :  composition-face  i-i;  1-i  A  -1-^=:1T7° 
54:',  the  two  faces  1-i,  -1-i  being  nearly  in  the  same  plane.  Also  compact 
fibrous. 

H.=2*5.  G.==6"339.  Lustre  metallic,  very  bright.  Resembles  boulan- 
gerite. 

Comp.— 4  Pb  S  +  Sb^Sl  analogous  to  tetrahedrite.  Analysis:  1,  E.  Beclii  (1.  c);  2,  v.  Rath 
(Pogg,  cxxxii.  1867): 

S  Sb         Pb         Cu  Fe 

1.  Bofctino       17-52       19-28       59-21       3-54       0  35  =  99-90  Bechi. 

2.  16-97       18-37       61-47       0-39       0-23,  w?^dec.  0-82-98-25  Rath. 


Obs. — Occurs  at  Bottino,  near  Serravezza,  in  Tuscany,  along  with  galenite,  boulangerite, 
jamesouite,  etc.,  and  also  crystals  of  albite ;  also  in  the  neighboring  valley  of  CasteUo.  First 
observed  by  Prof.  Meneghini,  of  Pisa.  The  crystaUization  has  been  determined  as  above  given, 
and  crystals,  both  simple  and  compound,  figured  by  v.  Rath  (1.  c).  Q.  Sella  made  it  orthorhombic 
(Gazz.  uffic.  d'ltal,  18G2j. 

129.  GEOCRONITE.    Geokronit  Svanherg,  Jahresb.,  xx.  203,  1839.    Kilbrickeuite  Apjohn, 
Trans.  R.  Irish  Ac,  1840.    Schulzit  Hausni.,  Handb.,  166,  1847. 

Orthorhomic.  /A  7=119°  M',  Kerndt.  Observed  planes:  I,  i-i,  1-2. 
1-2  A 1-2,  pyram.,  about  153°  and  61:°  45',  bas.,  122°.  Cleavage  :  /.  Usually 
massive.    Also  granular  or  earthy. 

H.=:2  — 3.  6r.  =  6'l:— 6'6.  Lustre  metallic.  Color  and  streak  light 
lead-gray — grayish  blue.    Fracture  uneven. 

Comp.— 5  Pb  S  +  (Sb,  As)- S^'^  Sulphur  165,  antimony  16-7,  lead  66-8  =  100.  Analyses:  1, 
Svanberg  (Jahresb  ,  xx.  203; ;  2,  Sauvage  (Ann.  de  M.,  III.  xvii.  525j ;  3,  Kerndt  (Pogg.,  Lxv.  302); 
4,  Apjohn  (1.  c);  5,-bvanberg  (CEiv.  Ak.  Stockh.,  184S,  61)  : 


1.  Sala,  Sweden       G.  =  0-54 

2.  Merido,  Schulzite  G.rr6-4:-) 

3.  Tuscany,    G.  =  6-45  — 6-47 

4.  Kilbrickenite       Gr.  =  6*407 

5.  Fahlun  G.  =  6-434 


S 

16-26 

16-  00 

17-  82 
16-36 
15-16 


Sb 

9-58 
16-00 

9-69 
14-S9 

5-66 


As 
4-69 


4-72 


4-62 


Pb 

65-  45 
64-89 

66-  55 
68-87 
61-17 


Cu 
1-51 
1-60 
1-15 

4-17 
4-17. 


Fe 

0-  42,  Zn  0-1 1  =99-03  Sv. 
 =99-39  Sauvage. 

1-  73  =  100-95  Kerndt. 
0-88  =  100  Apjohn. 

0  08,  Ag  0-24,  Zn  0-59,  Cu 
^1  1-9  =  98-35  Svanberg. 


Svanberg  deduces  for  the  last  the  formula  6  Pb  S  +  (Sb,  As)-  S\ 
Pyr. — Same  as  for  zinkeaite. 


1U6 
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Obs. — From  the  silver  mines  of  Sala  in  Sweden  ;  also  from  Gallicia,  Merido  in  Spain,  in  nodnles 
in  galena ;  it  crumbles  easily  and  soils  the  fingers ;  the  valley  di  CasteUo  near  Pietro  Santo,  in 
Tuscany. 

The  kilhrickenite  is  from  Kilbricken,  Clare  Co.,  Ireland. 

Tlie  name  geocronite  is  derived  from  y/?,  earthy  and  Kod»of,  Saturn,  the  alchemislic  name  for 
lead. 

A  mineral  found  at  Tinder's  gold  mine^  Louisa  Co.,  Ta.,  may  be  this  species.  It  contains,  ac« 
cording  to  Genth  (Am.  J.  Sci..  II.  xix.  9)  S  16,  Pb  60,  Ag  0'25,  with  antimony  and  arsenic. 

An  autimonial  ore  from  between  La  Paz  and  Yungas,  in  Bolivia,  is  referred  here  by  D.  Forbea 
(Phil.  Mag.,  IV.  xxix,  9). 


130,  STi3PHANITE.  Argentum  rude  nigrum?,  Germ.  Schwarzerz,  pt.,  Afjric,  Interpr.,  462, 
14  56.  Svartgyklen,  Schvartsertz,  pt.  Minera  argenti  nigra  spongiosa  (fr.  Freiberg)  Wail., 
313,  1747.  Argentum  mineralisatum  nigrum  fragile  (fr.  Schemnitz,  etc.),  Roschgewiichs  (of 
Hung,  miners)  Born.,  Lithoph.,  L  81,  1772.  Sprodglaserz  Wern.,  1789.  Sprodglanzerz.  Brittle 
Silver  Ore,  or  Glance.  Brittle  Sulphuret  of  Silver.  Argent  noir  pt.  S,  Tr.,  1801.  Argent  sul- 
fure  fragUe  Fr.  Schwarzgiiltigerz  Leonh.,  Handb.,  638,  1826.  Psaturose  Beud.,  Tr.,  ii.  432, 
1832.    Stephanit  ifaid,  Handb.,  570,  1845. 

Orthorhombic.    /A  7=115"  39',  6>  A  1-7=132"  32^':  a  :  h 


1  :  1-5S14:.    Observed  planes:  0\  vertical. 


f-i',  l-i,  2-z,       -^-z,  7-2,       1-z;  octahedral  J,  i  -J,  |,  1,  2,  3-' 
15 


c=l-0897  : 
i'2, ;  domes 


'5  3 


120 


8-4 


J  4 


1-3,  i-3,  3-S,  f  2,  1-2, 


JL2..1_3  5.5. 
3      1  J  ^  35 


.5.  (;_3  . 


3  .3 


3-3. 


6>A|-=lir  11'. 
Oa1  =  127  51. 
(9a2  =  111  11. 
6^Al-z=115  34. 
(9  A  2-2=126  6. 


1-  2Al-^,  ov.  ^'-T.^eS"  52'. 

2-  2  A  2-i,  ov.  f  ^.  =  107  18. 
1  Al,  mac,  =  131  16. 

1  Al,  brack,  =  96  8. 


Cleavage  :  2-z  and  i-l  imperfect.  Twins :  composition- 
face  /;  forms  like  those  of  aragonite  frequent.  Also 
massive,  compact,  and  disseminated. 

ri.  =  2  — 2'5.     G.  =  6-269,  Przibram.     Lustre  metallic. 
Color  and  streak  irun-black.    Fracture  uneven. 


Comp.— 5  Ag  S  +  Sb-S'=Sulphur  16*2,  antimony  15-3,  silver  6S-5: 
Eose  (Pogg.,  XV.  474);  Kerl  (B.  H^Ztg.,  1853,  Xo.  2): 


1.  Schemnitz 

2.  Andreasberg 


S 
16-42 
16  51 


Sb 

14-  68 

15-  79 


Ag 
68-54 
68-33 


Fe 


0-14 


:100.     Analyses:  1,  H. 
Cu 

0-64  =  100-28  Rose. 
 =100-82  Kerl. 


Considered  an  arsenical  mineral  until  Klaproth's  analysis  in  1793  (Beitr.,  i.  162). 

Pyr. — In  the  closed  tube  decrepitates,  fuses,  and  after  long  heating  gives  a  faint  sublimate  of 
sulphid  of  antimony.  In  the  open  tube  fuses,  giving  oflf  antimonial  fumes  and  sulphurous  acid. 
B.B.  on  charc-oal  fuses  with  projection  of  smaU  particles,  coats  the  coal  with  antimonous  aciu, 
which  after  long  blowing  is  colored  red  from  oxydized  silver,  and  a  globule  of  metallic  silver  is 
obtained. 

soluble  in  dilute  heated  nitric  acid,  sulphur  and  oxyd  of  antimony  being  deposited. 

Obs. — In  veins,  with  other  silver  ores,  at  Freiberg.  Schneeberg,  and  Johaungeorgenstadt  in 
Saxony;  at  Przibram  and  Ratieborzitz  in  Bohemia;  at  Schemnitz  and  Kremnitz  in  Hungary;  at 
Andreasberg  in  the  Harz ;  at  Ziicatecas  in  Mexico  ;  and  in  Peru. 

In  Nevada,  an  abundant  silver  ore  in  the  Comstock  lode  :  at  Ophir  and  Mexican  mines  in  fine 
crystals;  in  the  Reese  river  and  Humboldt  and  other  regions.    In  Idaho,  at  the  silver  mines 

Xamcd  after  the  Archduke  Stephan.  ^Mining  Director  of  Austria.    A  valuable  ore  of  silver. 

The  species  is  horaoeomorphous  with  aragonite.    See  on  cryst.,  F.  H.  Schroeder,  I'ogg.,  xcv.  257. 

Alt. — Crystals  occtir  altered  to  silver,  and  also  to  argentopyrite  (p.  39). 
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131.  POLYBASITE.    Sprodglaserz  pt.  Wern.    Polybasit  II.  Eose,  Pogg.,  xv.  5Y3,  1829.  Eu- 
geuglauz  Breiih.,  Char.,  266,  1832. 

Orthorhombic,  Descl.  I A  I  nearly  120°,  0  A  1  =  121°  30^  01)servecl 
planes  0,  /,  1.  1  A  1,  pjr.,  =  129°  32'',  1  A  1,  bas.,  =  llT°.  Crystals  usnally 
short  tabular  prisms,  with  the  bases  triangularly  striated  parallel  to  alter- 
nate edges.    Cleavage  :  basal  imperfect.     Also  massive  and  disseminate(h 

H.  =  2  — 3.  Ct.  =  6"211:.  Lustre  metallic.  Color  iron-black;  in  thin 
crystals  cherry-red  by  transmitted  light.  Streak  iron-black.  Opaque  except 
wiien  quite  thin.    Fracture  uneven. 

Oomp.— 9  (Ag,  -Gu)  S-f-(Sb,  As)^  S^=,  if  containing-  silver  withont  copper  or  arsenic,  Siilphnr 
14-8,  antimony  9-7,  silver  75-5  =  100.  More  probably  lo  (Ag.  -en)  S-h(Sb,  Asj"  S',  in  wliidi  the 
second  member  is  lialf  what  it  is  in  the  preceding  species,  and  the  at.  ratio  (Ag.  f  'n)  and  (S  Sb, 
As)  is  2  :  3.  Analyses:  1-3,  H.  Rose  (1.  c);  4,  C.  A.  Joy  (^luang.  Diss.,  24;;  5,  Tonuer  (Lotos, 
1859,  85,  Jahrb.  Min.,  1860,  716): 


1.  Dnrango,  Mexico 

2.  Schemnitz 
Freiberg 

4.  Cornwall 

5.  Przibram,  G.  =  6'03 


S 

17-04 

16  83 
16-35 
15-87 


Sb 
5-09 
()-25 
8-39 
5-46 


As 
3-74 
6-23 
1-17 
3-41 


15-55  11-53 


Ag 
64  29 
7:^-43 
60-99 
72-  11 
68-55 


Cu 
9-93 

3 -  04 

4-  1  1 
3-36 
3-36 


Fe 

0-06 

0-33 

0-29 

0-3i 

0-14 


Zn 


0-59 


=  100-15  Rose. 
=  9<.t-70  Rose. 
=  100-30  Rose. 
=  1 00-45  Joy. 
=  99-13  Tonner. 


D.  Forbes  found  in  crj'stallized  specimens  from  Tres  Puntos,  Chili,  67'47  and  06-94  p.  c.  of  silver, 
and  in  a  massive  ore  from  Romero,  S.  of  Copiapo,  60-14  p.  c.    (Private  communication.) 

Pyr.j  etc. — In  the  open  tube  fuses,  gives  sulphurons  acid  and  antimonial  fumes,  the  latter 
forming  a  white  sublimate,  sometimes  mixed  with  crystalline  arsenous  acid.  13.B.  fuses  with 
spirting  to  a  globule,  gives  off  sulphur  (sometimes  arsenic),  and  coats  the  coal  with  antimonous 
acid;  with  long-continued  blowing  some  varieties  give  a  faint  yellowish-white  coating  of  oxyd  of 
zinc,  and  a  metallic  globule,  which  with  salt  of  phosphorus  reacts  for  copper,  and  cnpelled  with 
lead  gives  pure  silver. 

Decomposed  by  nitric  acid. 

Obs.— Occurs  in  the  mines  of  Guanaxuato  and  Gaudalupe  y  Calvo  in  Mexico ;  also  at  Guarisamea 
in  Durango,  with  chalcopyrite  and  calcite ;  at  Tres  Puntos.  desert  of  Alacama,  Chili :  at  Freiberg 
and  Przibram.  In  Nevada,  at  the  Reese  mines ;  in  Idaho,  at  the  silver  mines  of  the  Owhyhee 
district. 

Named  from  7r';>5<r,  many,  and  /?.«ti?,  &a5e,  in  allusion  to  the  many  metallic  bases  present. 
Alt. — Stephanite  and  pyrite  occur  as  pseudomorphs  after  polybasite. 


132.  ENARGITE.    Enargit  Breifh.,  Pogg.,  Ixxx.  388,  1850. 

II.  xxvii.  52,  1859. 

Orthorhombic.     /A  7=97^  53^,  0  A  \-%=lZiS' 
0-94510  :  1  :  1-1480.  Observed 
planes  :  0  /    vertical,  //         i-l ; 
domes,        1-z,  2-^,  octahedral, 
i,  1. 

0  A  -1-1=154°  43' 
0  A  2-^=rll7  53 
0  A  l-z=140  20 
6>  A  1  =  128  35 

Cleavage  :  /  perfect ;  ^'-i,  i-i  dis- 
tinct ;  0  indistinct.  Also  massive, 
•granular  or  columnar. 

IL  =  3.     "  ~ 
Kenngott. 

grayish  to  iron-black , 


Guayacanite  Fidd,  Am.  J.  Sci., 

a  :  h 


\  Dauber ; 

121 


G.=4-43-4-45;  4-362, 


Lustre  metallic.  Color 
streak  gray- 
ish-black, powder  having  a  metallic  lustre. 


Peru. 

Brittle.    Fracture  uneven. 
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Comp.— At.  ratio  for  Cu.  As,  S=3  :  1  :  4;  whence  3  eu  S+  As'^  S'^^Sulphur  32'5,  arsenic  19-1, 
copper  48-4=  KtO.  Analyses:  1,  Plattner  (Pogg.,  Ixxx.  383);  2,  F.  Field  (1.  c);  3,  v.  Kobeli 
(Ber.  Ak.  Miinch.,  i.  161,  18G5):  4,  W.  J.  Taylor  (Proc.  Ac.  Pliilad.,  168,  1857);  5,  Genth  (Am.  J. 
Sci.,  II.  xxiii.  420);  6,  7,  Luthe  &  Rammelsberg  (ZS.  G.,  xviii.  241);  8,  B.  S.  Burton  (private 
coutrib.): 


S 

As 

Sb 

Cu 

Fe 

Ag 

1. 

Peru 

32-22 

17-60 

1-61 

47-20 

0-57 

0-02, 

,  Zn  0-23  =  99-45  Plattner. 

2. 

Chili,  Guay. 

31-82 

19-14 

48-50 

tr. 

tr.- 

=  99-46  Field. 

3. 

Coquimbo 

32-11 

18-10 

48-89 

0-47 

Te  0-05,  Zn,  Se  ^r.  =  99-62  Kobell. 

4. 

N.  Grenada 

34-50 

16-31 

1-29 

46-62 

0-27 

=  98-99  Taylor. 

5. 

Chesterfield 

33-78 

15-63 

50-59 

=  100  Genth. 

6. 

Oosihuirachi 

31-86 

17-17 

50-(i8 

=  99-20  Luthe. 

•7. 

u 

32-45 

15-88 

49-21 

1-58 

=  99-12  Ramra. 

8. 

Colorado    (|)  30-95 

17-46 

1-35 

46-64 

1-02 

insol.  1-98=99-40  Burton. 

Genth's  analysis  was  made  on  "too  small  a  quantity  for  a  complete  examination." 

Pyr. — In  the  closed  tube  decrepitates,  and  gives  a  sublimate  of  sulphur ;  at  a  higher  tempera- 
ture fuses,  and  gives  a  sublimate  of  sulphid  of  arsenic.  In  the  open  tube,  heated  gently,  the 
powdered  mineral  gives  off  sulphurous  and  arsenous  acids,  the  latter  condensing  to  a  sublimate 
containing  some  antimonous  acid.  B.B.  on  charcoal  fuses,  and  gives  a  faint  coating  of  arsenous 
acid,  antimonous  acid,  and  oxyd  of  zinc;  the  roasted  mineral  with  the  fluxes  gives  a  globule  of 
metahic  copper. 

Soluble  in  nitro-muriatic  acid. 

Obs. — From  Morococha,  Cordilleras  of  Peru,  at  a  height  of  15,000  feet,  in  large  masses,  occa- 
sionally with  small  druses  of  crystals,  along  with  tennantite,  imbedded  in  crystalline  limestone 
(anal.  1);  Cordilleras  of  Chili  {guaijacanite,  anal.  2);  same,  mine  of  Hediondas,  Prov.  Coquimbo 
(anal.  3);.  mines  of  Santa  Anna,  N.  Grenada,  in  cavities  in  quartz  (anal.  4);  at  Cosihuirachi  in 
Mexico ;  Brewster's  gold  mine.  Chesterfield  district,  S.  Carolina  (anal.  5) ;  in  Colorado  (anal.  8) ;  at 
Willis's  Gulch,  near  Black  Hawk. 

For  Dauber  on  cryst.,  see  Pogg.,  xcii.  237.  Breithaupt  (ib.,  Ixxx.  383)  made  I A  7=98°  11',  and 
Rammelsberg  (ZS.  G.,  xviii.  242)  98°  10'. 

133.  XANTHOCONITE.    Xanthokon  Breiih.,  J.  pr.  Ch.,  xx.  67,  1840. 

Kliombohedral ;  ^  A  ^=71°  34';  6>  A  7?=110°  30^  6^=2-3163.  Ob- 
served planes  j^,  -2,  0.  0  A  2  =  100°  35^  Cleavage  :  7?,  and  0.  Usually 
in  renifomi  masses,  with  the  interior  consisting  of  minute  crystals. 

H.  =  2.  G.  =  5'0  — 5*2.  Color  dull-red  to  clove-brown  ;  crystals  orange- 
yelloAv  on  the  edges  by  transmitted  light.    Streak-powder  yellow.  Brittle. 

Comp.— (3  Ag  S  +  As^  S')  +  2  (3  Ag  S  +  As"  S')  =  Sulphur  21-1,  arsenic  14-9,  sUver  64-0  =  100. 
Analyses:   Plattner  (Pogg.,  Ixiv.  275): 

S  As  Ag  Fe 

1.  21-36  [13-49]  64-18  0-97  =  100 

2.  21-80  [14-32]  63-88   =  100 

Pyr. — In  the  closed  tube,  at  a  gentle  heat,  the  yellow  color  is  changed  to  dark-red,  but  on 
coohng  it  regains  its  original  color;  at  a  higher  temperature  fuses,  and  gives  a  faint  sublimate  of 
sulphid  of  arsenic.    In  the  open  tube,  and  on  charcoal,  behaves  like  proustite. 

Obs. — Occurs  with  stephauite  at  the  Himraelsfurst  mine  near  Freiberg. 

Named  in  allusion  to  its  yeUovv  powder,  from  ^avdos,  yellow,  and  koi^h,  powder. 


APPEl^DIX  TO  SULPHIDS,  Etc. 

134.  CLAYITE  W.  J.  Taylor,  Proc.  Ac.  Philad.,  Nov.  1859. 

[sometric,  tetrahedral.    Occurring  form  the  tetrahedron,  with  planes  of  the  dodecahedron. 
Crystals  small.    Also  massive,  incrusting. 
"H.  =  2-5,   Lustre  metallic.    Color  and  streak  blackish  lead-gray.    Opaque.  Sectile. 
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Analyses  by  W.  J.  Taylor  (1.  c.) : 


1. 

2. 


S 
8-22 
8-14 


As 
9-78 

undd. 


Sb 
6-54 

undet. 


Pb 
68-51 
67-40 


Cu 
7-67 
5-62 


trace. 


Ag 


From  Peru.    Probably  a  result  of  alteration.    Requires  further  investigation. 


136.    BOLIYIANITE.    BoHvian  Breitlu  B.  H.  Ztg.,  xxv.  188. 


Orthorhombic.    In  acicular  rhombic  prisms,  tufts,  and  fine  columnar.    Resembles  stibnite. 
H.  =  2^.    G.=4"S20  — 4-828.    Cleavage:  i-t  distinct.    Lustre  submetallic.    Color  lead-gray,  a 
little  darker  than  in  stibnite. 

According  to  T.  Richter,  an  antimonial  sulphid  of  silver,  containing  8*5  p.  c.  of  silver. 
From  Bolivia. 

65B.  SULPHOSELEITID  OP  ZINC  AXD  MERCURY.    A.  del  CasfiUo,  in  priv.  comm.,  dated 
Mexico,  Feb.  27,  1865,  to  Prof.  Henry,  and  from  him  to  the  author. 

In  crystals  (rhombohedrons  ?)  j  cleavage  not  observed. 

H.  =  3.    Gr.  =  6  67  — 7-165.    Color  dark  lead-gray.    Streak  grayish- black. 

COMP. — According  to  Castillo's  trials,  a  compound  of  sulphur,  selenium,  zinc,  and  mercury,  of 
undetermined  proportions. 

Pyr.,  etc. — In  the  closed  tube  gives  a  grayish-black  sublimate,  and  above  this  a  ring  of  metal- 
lic mercury;  in  the  open  tube  affords  the  odor  of  selenium,  a  blackish  zone  of  selenium,  and 
above  this  a  grayish-red  oxyd,  and  still  higher  a  sublimate  of  mercury.  B.B.  the  selenium  and 
mercury  are  volatihzed,  leaving  a  residue  of  oxyd  of  zinc,  yellow  while  hot  and  white  on  cooling. 
On  charcoal  burns  with  a  bluish  flame,  giving  first  the  odor  of  sulphur  and  then  of  selenium  ;  the 
assay  turns  yellow,  then  red,  and  finally  yields  a  yellow  skeleton  of  oxyd  of  zinc.  Insoluble  in 
nitric  acid  ;  sohible  in  nitro-muriatic  acid. 

Obs. — Occurs  at  the  quicksilver  mines  of  Guadalcazar,  along  with  cinnabar,  and  in  cavities  in 
barite,  fluorite,  and  gypsum.    Appears  to  be  near  onofrite,  No.  65A,  p.  56. 


110 


COMPOUNDS  OF  CHLOEIXE,  BROMII^E,  IODINE. 


TIL  COMPOUNDS  OF  CHLORINE,  BROMINE,  IODINE. 


1.  ANHYDROUS  CHLORIDS,  ETC. 

1.  Composition      (CI,  Br,  I). 
1.  CALOMEL  GROUP.  Tetragonal. 

136.  Calomel,  Hg'^  CL 

2.  Composition  R  (CI,  Br,  I). 

1.  HALITE  GROUP.  Isometric. 

137.  Sylvite,  K  CI. 
188.  Halite,  Na  CI. 
139.  Sal  Ammoniac,  NH*  CI. 

2.  lODTRITE  GROUP.  Hexagonal 

143.  Iodyeite,  Ag  L  144.  Cocciotte,  Hg  I. 

8.  COTUNNITE  GROUP.  Orthorhombic. 
145    COTUNMTE,  Pb  CU 

3.  Composition  R^  CP. 

MOLYSITE  GROUP. 

146.  Molysite,  Fe^  CP. 

2.  HYDKOrS  CHLORIDS. 

147.  Carnallite,  (K  Mg)  Cl  +  4  fi.      149.  Kremeesite,  2  (K,  Am)  CI  +  Fe'^  Cl^  +  3  ifi. 

148.  Tachhydeite,  (Ca,  Mg)  Cl+4  H. 

3.  OXYCHLOPJDS. 

1.50.  MATLOCmTE,  Pb  Cl+Pb  0.  1 53.  Atacamite.  3  Cu  H  +  (Cu  CI)  ft . 

1 51.  Mexdipite,  Pb  01  +  2  Pb  0.  1 53 A.  Tallingite,  4  Cu  H  +  (Cu  CI)  H  -i-  3  aq. 

152.  SCHWARTZEMBERGITE,  PbI+2PbO.    1 54.  PeECYLITB. 

^ppewcZex.— 155.  Chlorid  OF  Magnesium.  156.  Chlorid  op  Manganese.  15Y.  Iodid  or  Zinc. 
15o.  Bromld  of  Zinc. 


140.  Cerargyrite,  Ag  CI 

141.  EiiBOLiTE,  Ag  (CI,  Br). 

142.  Bromyrite,  Ag  Br. 


CHLOEIDS. 


Ill 


1.  ANHYDROUS  CHLORIDS,  ETC. 

136.  CALOMEL.  Horn  Mercury  (fr.  Deux  Fonts)  Woulfe,  Phil.  Trans.,  618,  1776.  Mine  de 
mercure  cornee  de  Lisle,  Crist.,  iii.  161,  1783.  Quecksilber-Horuerz  Wern.,  Bergm.  J.,  381,  1789. 
Horn  Quicksilver ;  Dichlorid  of  Mercury.  Kalomel,  Chlorquecksilber,  Chlormercur,  Germ.  Mer- 
cure chlorure  Fr. 

Tetragonal.  OA  14=129°  4';  a=l'2^2,  Observed  planes:  vertical, 
/,       i-^ ;  octahedral,  J,  -i-,  1 ;  f -^,  2-i  ;  zirconoid,  2-2,  2-f ,  |-2. 

0  A  2-{=112°  5'       6>  A  1  =119°  5r       24  A  24,  pyr.,^^  98°  8' 
6>A|-^=140  36      6>A-i-=14:9  51        1 A 1,     pyr.,  =  101  20 

Pyramid  24  when  alone  gives  a  very  acute  termination  to  the  prism. 
Cleavage  :  /,  indistinct.  Twins  compounded  so  as  to  have  the  vertical 
axis  in  one  line,  but  the  edges  of  the  pyramid  of  one  in  the  same  plane  with 
the  faces  of  the  pyramid  of  the  other. 

H.=:l  — 2.  G.  =  6*182,  Haidinger.  Lustre  adamantine.  Color  white, 
yellowish-gray,  or  ash-gray,  also  grayish,  and  yellowish-white,  brown. 
-Streak  pale  yellowish-white.  Translucent — subtranslucent.  Fracture  con- 
choidal.  Sectile. 

Comp.— Hg-  Cl= Chlorine  15-1,  mercury  84-9  =  100. 

Pyr,,  etc, — In  the  closed  tube  volatilizes  without  fusion,  condensing  in  the  cold  part  of  the  tube 
as  a  white  sublimate ;  with  soda  gives  a  sublimate  of  metallic  mercury.  B.B,  on  charcoal  volati- 
lizes, coating  the  coal  white.  Insoluble  in  water,  but  dissolved  by  nitro-muriatic  acid ;  blackens 
wlien  treated  with  alkalies. 

Obs, — At  Moschellandsberg  in  the  Palatinate,  coating  the  cavities  of  a  ferruginous  gangue, 
associated  with  cinnabar — crystals  often  large  and  well-defined ;  also  at  the  quicksilver  mines  of 
Idria  in  Carniola ;  Almaden  in  Spain ;  Horzowitz  in  Bohemia. 

According  to  Hessenberg,  crystals  from  Moschellandsberg  afibrd  0  A  l-f=129°  40',  0A2-^■= 
iri"  35'. 

Named  from  K-aXo?,  heautiful^  and  /uA<,  Jioney,  the  taste  being  sweet,  and  the  compound  the  J/er- 
curius  dulcis  of  early  chemistry. 

137.  SYLVITE.  Muriate  of  Potash  (fr.  Yesuvius)  Smitlison,  Ann.  Phil.,  II.  vi.  258,  1823. 
Chlorid  of  Potassium.  Kali  Salzsaures,  Chlorkalium,  Germ.  Sylvine  Beud.,  Tr.,  ii.  511,  1882. 
Hoeveht  H.  Girard,  Jahrb.  Min.  1868,  568.  Leopoldit  E.  Beichardt,  Jahrb.  Min.  1866,  331. 
SchatzeUit  and  Hovelht  (fr.  Stassfurt),  B.  H.  Ztg.,  xxiv.  27 G,  Ajin.  Ch.  Phys..  IV.  v.  318,  324-. 

Isometric.    Figs  1,  6,  2.    Cleavage  cubic.    Also  compact. 
H.  =  2.     G.  =  l-9— 2.    White  or  colorless.     Vitreous.    Soluble ;  taste 
like  that  of  common  salt. 

Comp.— K  CI = Potassium  52-5,  chlorine  47'5  =  100.  That  of  Vesuvius,  according  to  A.  Miiller 
(Verb.  Ges.  Basel,  1854,  1 13),  is  pure,  affording  no  trace  of  lime,  magnesia,  or  alumina,  and  only  a 
trace  of  soda.  The  sylvite  of  the  Anhalt  salt  mine,  Leopoldshall,  aflbrded  Reicliardt  (1.  c.)  K  52-4, 
CI  47-4. 

Pyr.,  etc.— B.B.  in  the  platinum  loop  fuses,  and  gives  a  violet  color  to  the  outer  flame.  Added 
to  a  salt  of  phosphorus  bead,  which  has  been  previously  saturated  with  oxyd  of  copper,  colors  the 
O.F.  deep  azure.  Water  completely  dissolves  it,  100  parts  taking  up  i;4-5  at  18 "7 5'  C.  Heated 
with  sulphuric  acid  gives  off  muriatic  acid  gas. 

Obs, — Occurs  at  Vesuvius,  about  the  furaaroles  of  the  volcano.  Also  at  Stassfurt,  in  the 
carnallite  beds  of  the  salt  formation ;  at  Leopoldshall  {leopoldite). 

The  compound  is  the  Sal  digestivus  Sylvii  of  early  chemistry,  whence  Beudant's  name  for  the 
species.  There  is  no  reason  for  changing  it  in  the  fact  that  the  earlier  known  mineral  was  of 
volcanic  origin. 


112 


COMPOUNDS  OF  CHLOEINE,  BROMINE,  IODINE. 


138.  HALITE.  COMMON  SALT.  Rock  Salt  Muriate  of  Soda,  Chlorid  of  Sodium.  Kochsalz, 
Steinsalz,  Bergsalz,  Germ.  Soude  muriatee,  Chlorure  de  sodium,  Sal  gemme,  Fr.  Salmare 
Beud.,  Tr.,  1832.    Halites  Glock.,  Syn.,  290,  1847. 


Isometric.    Observed  planes,  0^  1,  /,  ^'-2.   Figs.  1, 
2,  6,  16,  and  6  +  16  ;  usually  in  cubes ;  rarely  in  octa- 
hedrons;  faces  of  crystals  sometimes  cavernous,  as  in 
f.  122.   Cleavage  :  cubic,  perfect.   Massive  and  granu 
lar,  rarely  columnar. 

H.=:=2-5.    G.rr:2-l-2-257  ;  of  pure  crystals,  2-135, 
Hunt.    Lustre  vitreous.   Streak  white.    Color  white, 
also  sometimes  yellowish,  reddish,  bluish,  purplish  ; 
often  colorless.    Transparent — transhicent.  Fracture 
concIioidaL    Rather  brittle.    Soluble  ;  taste  purely  saline. 


Comp.— Na  Cl=: Chlorine  60*7,  sodium  39-3  =  100.  Commonly  mixed  with  some  sulphate  of 
lime,  chlorid  of  calcium,  and  chlorid  of  magnesium,  and  sometimes  sulphate  of  magnesia,  which 
render  it  liable  to  dehquesce.  Analyses:  1-8,  Berthier  (Ann.  d  M.,  x.  259);  9,  Fournet  lib.,  IV 
ix.  55!);  10,  Rammelsberg  (Min.  Ch.,  1014);  11,  12,  C.  A.  Goessmann  (Rep.  on  Petit  Anse  Salt 
Mine,  Bureau  of  Mines,  New  York,  1867,  17): 


NaCl     MgCl      CaS     NaS  MgS 


1.  Yic,  white 

2.  "  gratjish 

3.  "  gray 

4.  "  red 

5.  Marennes,  loMiish 

6.  "  yellow 

7.  "  red 

8.  "  green 

9.  Algiers 

10.  Stassfurt 

11.  Petit  Anse,  white 

12.  St.  Domingo 


99-3 

97-8 

90-3 

99-8 

97-2 

96-70 

96-'78 

96-  27 

97-  8 

97-  35 

98-  88 
98-33 


0-5 
0-3 
5-0 


2-0 


0-4 

0-23 

0-68 

0-  27 

1-  1 

tr, 
0-04 


1-2 
1-21 
1-09 
1-09 

1-01 

0-  79 

1-  48 


0-5 
0-66 
0-60 
0-80 


Clay  0-2  =  100  B. 

1-  9=100  B. 

2-  0  H  0-7  =  100  B. 
—  H  0-2  =  100  B. 

0-  7  =  100  B. 

1-  20  =  100  B. 

0-  j<5=100  B. 

1-  57  =  100  B. 


0-43 


 Si  1-5,  H  0-6  =  100  P. 

0-23,  H  0-30  =  99-32  Ramm. 
 CaCl  tr.,  H  0-33  =  100  Goessmann. 

0  06,  H  0  07,insol.  0*01=99-99  Goessmann. 


Other  analyses :  Salt  from  Stassfurt,  by  Heintz,  ZS.  nat.  Ver.  Halle,  xi.  345 ;  from  Algiers, 
6y  de  Marigny  and  Simon,  Ann.  d.  M.,  xii.  674 ;  from  Wieliczka,  Berchtesgaden,  Hall  in  the  Tyrol, 
Hallstadt,  Schwabisch-Hall,  by  G.  Bischof,  Geol.,  ii.  It569,  1675;  from  Erfurt  and  Cardoua,  by 
Sochting,  ZS.  nat.  Ver.  Halle,  vii.  404;  from  Vesuvius,  1822,  by  Laugier,  Pogg.,  iii.  79;  from 
Vesuvius,  1850,  by  Bischof ;  from  Vesuvius,  1850,  by  Scacchi,  Ann.  d.  M.,  IV.  xvii.  823;  from 
Vesuvius,  1S55,  by  Deville,  Bull.  G.  Fr.  II.  xiii.  620. 

Dissolves  in  three  parts  of  water.  Some  varieties  attract  moisture,  but  are  unchanged  in  a  dry 
atmosphere. 

The  mariinsite  of  Karsten  (J.  pr.  Ch.,  xxxvi.  127)  contains  9*02  per  cent,  of  sulphate  of  magnesia, 
■\yhich  is  equivalent  to  10  parts  of  common  salt  to  L  of  sulphate  of  magnesia.  It  is  from  Stass- 
furt. In  Ramraelsberg's  analysis  the  water  was  hygroscopic,  and  the  specimen  contained  0-48 
of  mixed  karstenitc.  In  a  dirty  reddish  salt  from  Abingdon,  Washington  Co.,  Va.,  E.  Stieren 
found  (Jahresb.,  1862,  766)  NaCl  90-55,  gypsum  0  45,  clay  and  carb.  lime  9*00  =  100. 

The  bluish  and  indigo-colored  salt  of  Stassfurt,  etc.,  possibly  owes  its  color,  according  to  Prof. 
S,  W.  Johnson,  to  the  presence  of  subchlorid  of  sodium. 

Pyr.,  etc  In  the  closed  tube  fuses,  often  with  decrepitation ;  when  fused  on  the  platinum 

loop  colors  the  flame  deep  yellow.    Other  reactions  like  those  given  under  sylvite. 

Obs. — Common  salt  occurs  in  extensive  but  irregular  beds  in  rocks  of  various  ages,  associ- 
ated with  gypsum,  polyhalite,  clay,  sandstone,  and  caleite;  also  dissolved,  and  forming  salt 
springs. 

In  Europe  and  England  it  occurs  in  the  Triassic,  associated  with  red  marl  or  sandstone,  but  it  is 
not  confined  to  these  rocks.  At  Durham,  Northumberland,  and  Leicestershire,  England,  salt  springs 
rise  from  the  Carboniferous  series ;  in  the  Alps,  some  salt  works  are  supphed  from  Oolitic  rocks ; 
the  famous  mines  of  Cardona  and  Wieliozka  are  referred,  the  former  to  the  Green  Sand  formation, 
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and  the  latter  to  Tertiary  rocks.  Salt  springs  also  occur  in  volcanic  regions.  In  the  United  States 
tlie  brines  of  Xew  York  come  from  Upper  Silurian  strata;  those  of  Ohio,  Pennsylvania,  and  Vir- 
ginia, mostly  from  Devonian  and  Subcarboniferous  beds;  those  of  Michigan,  mainly  from  tho 
Subcarboniferous  and  Carboniferous ;  while  in  Louisiana,  at  Petit  Anse,  there  is  a  thick  bed  of 
pure  salt  in  the  Post- tertiary  or  more  recent  deposits  of  the  coast;  recent  explorations  there  have 
proved  tlmt  it  underlies  144  acres,  and  it  has  been  penetrated  to  a  depth  of  38  feet  without 
showing  any  change  in  its  structure  or  purity.  Salt  also  occurs  as  etflorescences  over  the  dry 
prairies  and  shallow  ponds  or  lakes  of  the  Rocky  Mountains,  California,  Atacama;  and  in  most 
desert  or  semi-desert  regions  there  are  numerous  salt  lakes. 

The  principal  mines  of  Europe  are  at  Wieliczka,  in  Poland ;  at  Hall,  in  the  Tyrol ;  Stassfurt,  in 
Prussian  Saxony;  and  along  the  range  through  Reichenthal  in  Bavaria,  Hallein  in  Salzburg, 
Hallstadt,  Ischl,  and  Ebensee,  in  Upper  Austria,  and  Aussee  in  St\Tia;  in  Hungary,  at  Marmoros 
and  elsewhere ;  in  Transylvania ;  Wallachia,  Gallicia,  and  Upper  Silesia ;  Vie  and  Dieuze  in 
France ;  Valley  of  Cardona  and  elsewhere  in  Spain,  forming  hills  300  to  400  feet  high ;  Bex  in 
Switzerland ;  and  Xorthwich  in  Cheshire,  England.  At  Cheshire  it  occurs  in  a  basin-shaped 
deposit,  and  is  arranged  in  spheroidal  masses,  from  5  to  8  feet  in  diameter,  which  are  composed 
of  concentric  coats,  and  present  polygonal  figures.  It  is  but  little  contaminated  with  impurities, 
and  is  prepared  for  use  by  merely  crushing  it  between  iron  rollers.  At  the  Austrian  mines, 
where  it  contains  much  clay,  the  salt  is  dissolved  in  large  chambers,  and  the  clay  thus  precipitated. 
After  a  time  the  water,  fuily  saturated  with  the  salt,  is  conveyed  by  aqueducts  to  evaporating 
houses,  and  the  chambers,  after  being  cleared  out,  are  again  filled ;  at  Berchtesgaden,  the  water 
is  saturated  in  a  month,  at  Hall  it  takes  nearly  a  year. 

It  also  occurs,  forming  hills  and  covering  extended  plains,  near  Lake  Oroomiah,  the  Caspian 
Lake,  etc.  In  Algeria  ;  in  Abyssinia;  in  India  in  the  province  of  Lahore,  and  in  the  valley  of 
Cashmere;  in  China  and  Asiatic  Russia;  in  South  America,  in  Peru,  and  at  Zipaquera  and 
Nemocon,  the  former  a  large  mine  long  explored  in  the  Cordilleras  of  Granada.  Occasionally 
formed  at  the  eruptions  of  Vesuvius,  as  in  1855,  when  it  was  found  in  cubes,  incrustations,  and 
stalactites. 

In  the  United  States,  salt  has  been  found  forming  beds  with  g3rpsum,  in  Virginia,  "Washington 
Co.,  IS  m.  from  Abingdon:  in  the  Salmon  River  Mts.  of  Oregon;  in  Loui.=!iana,  as  already  men- 
tioned. Brine  springs  are  very  numerous  in  the  Middle  and  Western  States.  These  springs  are 
worked  at  Salina  and  Syracuse,  N.  Y. ;  in  the  Kanawha  Valley,  Va. ;  Jifuskingum,  Ohio ;  Michi- 
gan, at  Saginaw  and  elsewhere  ;  and  in  Kentucky.  The  salt  water  is  obtained  by  boring,  and 
raised  by  means  of  machinery,  and  thence  conveyed  by  troughs  to  the  boilers,  where  it  is  evapo- 
rated by  artificial  heat ;  or  to  basins  for  evaporation  by  exposure  to  the  heat  of  the  sun. 

The  following  table  by  Prof.  Beck  (Mineralogy  of  New  York,  p.  112),  gives  the  amount  of  brine 
required  for  a  bushel  of  salt  at  the  principal  salt  springs  in  the  United  States : 


Boone's  Lick,  Missouri 

Conemaugh,  Penu, 

ShawTieetoAvn,  111. 

Jackson,  Ohio 

Lockhart's,  Miss. 

St.  Catherines,  Upper  Canada 

ZanesviUe,  Ohio 


GaUs. 

GaUs. 

450 

Kanawha,  Va. 

75 

300 

Grand  River,  Ark. 

80 

280 

Illinois  River,  Ark. 

80 

213 

Montezuma,  N.  Y. 

70 

180 

Grand  Rapids,  Mich. 

60-60 

120 

Muskingum,  Ohio 

50 

95 

Salina — Old  weUs 

40-45 

New  weUs 

30-35 

Sea  water  at  Nantucket  gives  a  bushel  of  salt  for  every  350  gallons. 

Composition  of  Syracuse  brines,  according  to  analyses  by  Dr.  C.  A.  Goessmann  (private  com*- 
munication) : 


Chlorid  of  sodium 
Sulphate  of  lime 
Chlorid  of  calcium 
Chlorid  of  magnesium 
Bromid  of  magnesium 
Chlorid  of  potassium 
Carbonate  of  protoxyd  of  iron 
Water 


L 

IL 

IIL 

IV. 

16-7503 

15-5317 

18-2465 

13-3767 

0-0673 

0-5772 

0-5117 

0-5234 

0-1594 

0-1533 

0-1984 

0-1037 

0-1464 

0-1444 

0-1784 

0-1336 

0-0022 

0-0024 

0-0025 

0-0017 

0-0110 

0-0109 

00119 

0-0086 

0-0034 

0-0044 

0-0036 

0-0015 

82-3600 

83-5757 

80-8470 

85-8508 

100 


100 


100 


100 


No.  1.  has  G.=l-1300  at  16°  Baum^,  and  20"  C.  No.  IL  has  G.  =  l-1225  at  15°  Baume,  and 
2W  C.    The  Saginaw  brines,  Michigan,  afiford  about  19-250  of  salt. 
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Vast  lakes  of  salt  water  exist  in  many  parts  of  the  world.  Lake  Timpanogos  in  the  Rockr 
mountains,  4,j:0<>  feet  aboye  the  level  of  the  sea.  now  called  the  Great  Salt  Lake,  is  2.000  square 
miles  in  area.  L.  Gale  found  in  this  water  'iO-iQG  per  cent,  of  chlorid  of  sodium  (Stansb.  Exped. 
cited  in  Am.  J.  Sci.,  n.  xvii.  129).  The  Dead  and  Caspian  ^Seas  are  salt,  and  the  waters  of  the 
fomer  contain  20  to  26  parts  of  solid  matter  in  1 00  parts.  Prof.  Gmelin,  who  analyzed  a  portion 
of  these  waters  of  specific  gravity  ri:2,  found  them  to  contain  chlorid  of  calcium  3'3P)6.  chlorid 
of  magnesium  12'1(5T.  chlorid  of  sodium  7  0.39.  sulphate  of  lime  0  0.')2,  bromid  of  magnesium  0'-ii'4. 
chlorid  of  potassium  I'ObG.  chlorid  of  alumihuni  0'144,  chlorid  of  ammonium  0  OUT.  chlorid  of 
manganese  0'It>l  =  24'-13.5,  with  75'5t55  water=10ifOOO.  This  result  is  given  as  corrected  by 
Marcliand. 

Alt. — Anhydrite,  gypsum,  polyhalite,  occur  as  pseudomorphs  after  this  species:  also  celestine, 
dolomite,  quartz,  hematite,  pyrite  ;  the  removal  of  the  salt  cubes  by  their  solutioa  leaves  a  cavity 
which  any  mineral  may  then  occupy.  The  hopper-shaped  crystals  often  leave  an  impression  of 
their  form  on  clays. 

139.  SAL  AMMONIAC  Xaturliches  Salmiak  (fr.  Bucharia)  J.  G.  Model,  Yersuch  iiber  ein 
nat.  Salmiak,  Leipzig,  1758.  Muriate  of  Ammonia;  Chlorid  of  Ammonium.  Salmiak  Gerrn, 
Ammouiaque  muriatee  Fr.    Salmiac  Beud.,  Tr.,  1832, 


Isometric.  Observed  planes,  0,  1,  /,  2-2.  Figs.  1,  2,  3,  6,  10,  U. 
Cleavage  octalieclral.  Also  stalactitic,  and  in  globular  masses ;  in  crusts, 
or  as  an  efflorescence. 

H.  =  1'5— 2.  G.  =  l"528.  Lnstre  vitreous.  Color  white;  often  Yellow- 
ish or  grayish.  Streak  Avliit'3.  Translucent — opaque.  Fracture  conchoidal. 
Soluble ;  taste  saline  and  pungent ;  not  deliquescent. 

Comp.— XH-Cl=Am  Cl=Ammonium  33-7.  chlorine  66-3  =  100.  Klaproth  obtained  (Beitr.,  iil 
89): 


B.  Silliman,  Jr..  obtained  (Dana's  G.  Eep.  Expl.  Exp.,  202)  for  a  specimen  from  Kilauea,  Hawaii. 
Chlorid  of  ammonium  05-53,  chlorid  of  iron  12-14,  sesquioxyd  of  iron  8-10.  chlorid  of  aluminum 
13'00.  insoluble  matter  and  loss  1"23  =  100.  For  an  analysis  of  an  impure  Stromboli  specmien, 
see  C.  Schruidt.  in  Z3.  G.,  ix.  403. 

Pyr.,  etc. — Sublimes  in  the  closed  tube  T\ithout  fusion.  Pulverized  with  hydrate  of  Hme.  or 
heated  with  a  solution  of  caustic  alkali,  gives  off  pungent  ammoniacal  vapors.  Soluble  in  lliree 
times  its  weight  of  water. 

Obs. — Occurs  about  volcanoes,  as  at  Etna,  the  island  of  Vulcano,  Vesuvius.  Stromboh,  Sand- 
wich Islands,  and  near  Hccla  after  the  eruption  of  1845,  as  observed  by  Bunsen.  Observed  after 
the  eruption  of  Vesuvius  in  1855,  in  rhombic  dodecahedrons  with  cavernous  faces  ;  and  as  Ubual 
it  occurred  where  the  lavas  had  spread  over  soil  and  vegetation.  Also  found  in  small  quantities 
in  the  vicinity  of  ignited  coal  seams,  as  at  St.  Etienne  in  France,  and  also  at  Xewcastle,  and  in 
Scotland ;  crystallized  near  Duttweiler  in  Prussia,  where  a  coal  seam  has  been  burning  for  mere 
than  a  hundred  years.  It  occurs  also  in  Bucharia ;  at  Kilauea  in  Hawaii,  a  variety  which  con- 
tains largely  of  iron  (see  above),  and  becomes  rusty  yellow  on  exposure ;  in  guano  from  the  Chiu- 
cha  Islands. 

The  aAj  auj'ovtawg,  sal-ammouiac  of  Dioscorides,  Celsius,  and  Pliny,  is  proved  by  Beckmann  (Hist, 
of  Inventions,  iv.  360)  to  be  common  rock  salt,  dug  in  Egypt,  near  the  oracle  of  Amnion.  The 
name  was  afterward  transferred  to  the  muriate  of  ammonia,  when  subsequently  manufactured  in 
Egypt.  Sal-ammoniac  is  supposed  to  have  been  included  by  the  ancients,  with  one  or  two  other 
species,  under  the  name  of  niirum,  which,  according  to  Phny,  gave  the  test  of  ammonia  when 
mingled  with  quicklime. 

140.  CERARGYRITE.  Argentum  cornu  pellucido  simile  'fr  -Marienberg),  Germ.  Hornfarbs- 
Silber,  Gesaer.  Foss.,  63,  1565.  Argentum  rude  jecoris  colore,  lucem  corneam  habens  (fr.  Frei- 
berg, etc.)  G.  Fabri^ius,  De  Rebus  Met.,  1566.  Glaserz,  dursichtig  wie  ein  Horn  in  einer  Lan- 
tern. Jlatthesius,  Sarept.,  1585.    Hom-Silfver,  Minera  argenti  cornea,  A.  sulphure  et  arsenico 

■  mineralisatum,  TTuZ^.,  310,  1747.  Argento  acido  salis  mineralisatiun,  Horuerz,  Cronst.  159,  1758. 


Chlorid  of  ammonium 
Sulphate  of  ammonia 


Vesuvius. 
99-5 
0-5 


Bucharia. 
97-50 
2-50 
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Silberhornerz,  Silberkerat,  Hornsilber,  Chlor-Silber,  Germ.  Horn  Silver;  Corneous  Silver. 
Argent  muriate,  Argent  corne,  Chlorure  d'argent  Fr.  Buttermilcherz  (first  mentioned  early  in 
ITth  century).  Kerargyre  5ez4C?.,  Tr.,iL  501,  1832.  Kerat  SaicZ.,  Handb.,  506,  1845.  Argyro 
ceratite  Glock.,  Syu.,  2i9,  1847.    Plata  cornea  blanca  BomeyJco,  'SiXn..,  200,  1845.  Kerarjyrite 

Isometric.  Observed  forms,  0,  Z,  1,  2,  2-2  ;  f.  1,  2,  3,  5,  6,  7 ;  also  5 
with  planes  1,  2,  2-2.  Cleavage  none.  Twins :  composition-face  octa 
hedral.  Usually  massive  and  looking  like  wax;  sometimes  columnar,  oi 
bent  columnar  ;  often  in  crusts. 

H.  =  l  — 1*5.  G.=:5'552;  5"31— 5"i3,  Domeyko.  Lustre  resinous,  pass- 
incr  into  adamantine.  Color  pearl-gray,  grayish-green,  whitish,  rarely 
violet-blue,  colorless  sometimes  when  perfectly  pm*e  ;  brown  or  \'iolet- 
brown  on  exposure.  Streak  shining.  Transparent — feebly  subtranslucent. 
Fracture  somewhat  conchoidal.  Sectile. 

Oomp. — Ag  Cl=Chlorine  24  7,  silver  75-3  =  10n,  This  constitution  corresponds  with  Klap- 
roth's  analvses  (Beitr..  i.  134,  and  iv,  10);  also  F.  Field's  of  a  specimen  from  Chaiiarcillo,  Chili 
(Q.  J.  Ch.  Soc,  X.  239). 

Pyr.  etc.— In  the  closed  tube  fuses  without  decomposition.  B.B,  on  charcoal  gives  a  globule 
of  metallic  silver.  Added  to  a  bead  of  salt  of  phosphorus,  previously  saturated  with  oxyd  of  copper, 
and  heated  in  O.F.,  imparts  an  intense  azure-blue  to  the  flame.  A  fragment  placed  on  a  strip  of 
zinc,  and  moistened  with  a  drop  of  water,  swells  up,  turns  black,  and  finally  is  entirely  reduced 
to  metallic  silver,  wh'ch  shows  the  ra3talii3  lustre  on  being  pressed  with  the  point  of  a  knife. 
Insoluble  in  nitric  acid,  but  soluble  in  ammonia. 

Obs. — Occurs  in  veins  of  clay  slate,  accompanying  other  ores  of  silver,  and  usually  only  in  the 
higher  parts  of  these  veins.  It  has  also  been  observed  with  ochreous  varieties  of  brown  iron 
ore ;  also  with  several  copper  ores,  calcite,  barite,  etc. 

The  largest  masses,  and  particularly  those  of  a  green  color,  are  brought  from  Peru.  Chili,  and 
Mexico,  where  it  occurs  with  native  silver.  In  Chili,  at  some  mines,  it  is  a  much  les^  common 
ore  than  the  chlorobromid ;  often  contains,  intimately  mixed  with  it,  native  silver  in  v^ry  luiimte 
grains  ;  it  occurs  at  Tres  Puutos.  Atacama,  Chailarcilio  near  Copiapo.  and  elsewhere  in  Cliili.  Also 
in  Xicaragua  near  Ocotal ;  in  Dept.  of  Gracias,  Honduras.  It  was  formerly  obtained  in  the  Saxon 
mining  districts  of  Johanngeorgenstadt  and  Freiberg,  but  is  now  rare;  a  mass  weighing  six  and 
three-quarter  pounds,  from  this  region,  is  in  the  Zwinger  coUection  at  Dresden.  It  also  occurs  in 
the  Altai,  at  the  mines  of  Smeinogorsk  and  Krukovskoi ;  at  Kouigsberg  in  Xorway ;  in  Alsace ; 
irely  in  Cornwall,  and  at  Huelgoet  in  Brittany.  In  Xevada,  about  Austin,  Lander  Co.,  abun- 
ant ;  at  mines  of  Comstock  lode.  In  Arizona,  in  the  WiUow  Springs  dist..  veins  of  El  Dorado 
eanon,  and  San  Francisco  dist.  In  Idaho,  at  the  Poorman  mine,  in  crystals  some  half  an  inch 
across,  mostly  cubes  and  cubo-octahedrons,  but  occasionally  with  other  planes,  and  in  twins  con- 
sisting of  two  interpenetrating  cubes,  the  angles  of  one  projecting  from  the  faces  of  the  other. 

At  Andreasberg  in  the  Harz.  an  eartliy  variety  is  met  with,  cahed  by  the  G-ermans  Buttermilk 
ore  {Buttermilcherz,  Thonige  Hornsilber),  which,  according  to  Klaproth  (Beitr.,  i.  137),  contains 
silver  24*64,  chlorine  8*28,  alumina  67*08.  Funckens  describes  it  as  "  weiss  uud  diinn  wie  eine' 
Bultermiloh"  (Lenz  Miu.,  h.  101,  1794). 

Xamed  from  v£'oar,  hora^  and  aoyvo  silver — Ceraiargyrite,  the  proper  derivative,  being  contracted 
to  Gerargyrite.    The  Greek  k  becomes  c,  as  in  other  cases. 

141.  EMBOLITE.  Chlorobromure  d'argent  DomeyTzo,  Ann.  d.  M.,  IV.  vi.  153,  1844;  Berthier, 
ib.,  lY.  ii.  540,  1842.  Plata  cornea  verde  Bomeyko,  Min.,  202,  1845.  Embolit  Breith.,  Pogg., 
Ixxvii.  134,  1849.  Chlorobromid  of  Silver.  Chlorbromsilber.  Megabromite,  Microbromit, 
Breith.,  B.  H.  Ztg.,  xviiL  449,  1859. 

Isometric.  Figs.  1,4:,  6,  7;Q  -hT,  11.  Also  massive;  sometimes stalactitie 
or  concretionarv  at  surface. 

H.  =  l— 1-5.  "  G.  =  5-31  — 5-13,  Domeyko :  5-53,  Yorke;  5'T9— 5  81, 
Breith.  Lustre  resinous  and  somewhat  adamantine.  Color  grayish-green 
and  asparagus-green  to  pistachio  or  yellowish-green,  and  yellow,  often  dark ; 
becoming  darker  externally  on  exposure. 
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Comp. — Ag  (01,  Br),  the  ratio  of  the  chlorme  to  the  bromine  varying  indefinitely,  the  yellowish 
varieties  and  those  of  deeper  green  colors  containing  the  largest  proportion  of  bromine.  Analyses : 
1,  2,  Domeyko  (Min.,  1845,  203,  and  1860,  212);  3,  Miiller  (B.  II.  Ztg.,  xviii.  449) ;  4,  5,  Domeyko 
(1.  c.) ;  6,  7,  F.  Field  (Q.  J.  Ch.  Soc,  x.  239) ;  8,  Yorke  (Q.  J.  Ch.  Soc,  iv.  149) ;  9,  Plattner  (Pogg., 
Ixxvii.  134);  10,  11,  Domeyko  (i.  c);  12,  Richter  (B.  H.  Ztg.,  xvid.  449);  13,  F.  Field  (1.  c);  ar- 
ranged in  the  order  of  the  proportion  of  bromid  to  chlorid  (mentioned  in  column  Br :  CI),  commenc- 
ing with  those  having  the  least  of  the  bromid: 


Ag 

Br 

CI 

Br: 

CI 

1. 

ChanarciUo,  pearly  green 

71-94 

7-92 

20-14 

1  ; 

;  5-67 

Domeyko. 

a 

2. 

I.                         U  it 

70-44 

11-53 

18-03 

1  : 

3-5 

8. 

Copiapo,  microhromite 

69-84 

12-39 

17-77 

1  : 

3 

Miiller. 

4. 

Quillota,  pearly  green 
Chaiiarcillo  "  " 

09-28 

14-30 

16-42 

1  : 

2-75 

Domeyko 

5. 

69-14 

14-63 

16-23 

1  : 

2-5 

6. 

"        light  geeen 

68-22 

16-84 

14-92 

1  : 

2 

Field. 

7. 

"  embolite 

H6-94 

19-82 

13-18 

1  : 

1-5 

(< 

8. 

Chili,  Greenish  yellow 

66-95 

19-90 

13-15 

1  : 

1-5 

Yorke. 

9. 

ChanarciUo,  embolite 

66-86 

20-08 

13-0.5 

Plattner. 

10. 

66-84 

20.09 

13-07 

1  : 

1-5 

Domeyko. 

11. 

"  yellow 

66-53 

vO-85 

12-62 

1  : 

1-33 

12. 

Megdbromite 

64-19 

26-49 

9-32 

1  : 

0-8 

Richter. 

lo. 

Chaiiarcillo,  dark  green. 

61-07 

33-82 

5-00 

1  : 

0-33 

Field. 

Tlie  megahrohiite  and  microhromite  of  Breithaupt  are  only  varieties  of  embolite  based  on  the  pro* 
portion  of  brorrid  to  chlorid,  and  are  even  indistinct  as  varieties,  these  extremes  being  connected 
by  indefinite  shadings.  The  above  numbers  for  Domej^ko's  and  Yorke's  analyses  are  calculated 
from  their  statements  of  the  proportion  of  chlorid  and  bromid,  which  they  give  as  follows : 

1  2  4  5  8  10  11 

Chlorid  of  silver  81-4  72-9  6G-4  65-6  53-2  52-8  51*0 
Bromid  of  sUver       18-6  D.  27-1  D.  33-G  D.  34-4  D.  46-8  Y.  47-2  D.  49  0 

Obs. — Abundant  in  Chili,  constituting  the  principal  silver  ore  of  the  mines  of  Chaiiarcillo,  and 
found  also  at  Agua-Amarga,  Tres-Puntas,  Rosilla,  and  at  all  the  new  openings  in  the  province  of 
Coi)iapo  ;  found  also  at  Eulalia  in  Chihuahua,  Mexico  ;  at  the  mine  of  Coloal  in  Gracias,  Honduras. 

Named  from  c[i06\iov,  an  intermediate,  because  between  the  chlorid  and  bromid  of  silver. 

142.  BROMYRITE.  Bromure  d' Argent,  Plata  Verde  Mex.,  (fr.  Mexico  and  Huelgoet),  Berth., 
Ann.  d.  M.,  III.  xix.  734,  742,  1841,  IV.  ii.  526.  Bromid  of  Silver;  Brom'c  Silver.  BromsUber 
Germ.  Bromit  ffaid.,  Handb.,  506,  1845.  Bromyrite  Dana,  Min.,  93,  1854.  Bromargyrit 
Ramm.,  Min.  Ch.,  196,  1860.    Plata  cornea  amarilla melada  Z>omey^o,  Min.,  214,  186u. 

Isometric.  Figs.  1,  2,  4,  6.  Occurs  -usually  in  small  concretions  ;  rarely 
in  crystals. 

H.  =  2— 3.  G.  =  5*8  — 6.  Lustre  splendent.  Color  when  pure  bright- 
yellow  to  amber-colored,  slightly  greenish  ;  often  grass-green  or  olive-green 
externally.    Little  altered  in  color  on  exposure.  Sectile. 

Comp. — Ag  Br=Bromine  42-6,  silver  57-4=100.  Analyses:  1,  Berthier  (Ann.  d.  M.,  IV.  ii. 
526) ;  2,  F.  Field  (Q.  J.  Ch.  Soc,  x.  241)  : 

1.  Mexico         Bromine  42-44      Silver  57-56^=100  Berthier. 

2.  Chaiiarcillo  42-57  57-43  =  100  Field. 

In  the  Chilian  ore  Domeyko  found  57-1  of  silver, 

Pyr.,  etc. — In  the  closed  tube  and  with  metallic  zinc  reacts  like  cerargyrite.  B.B.  on  charcoal 
emits  pungent  bromine  vapors  and  yields  a  globule  of  metallic  silver.  Fused  with  bi-sulphate  of 
potash  in  a  matrass  gives  off  yellowish-brown  vapors  of  bromine.  Insoluble  in  nitric  acid.  Diffi- 
cultly soluble  in  ammonia. 

Obs. — With  other  silver  ores  in  the  district  of  Plateros,  Mexico,  and  at  the  mine  of  San  Onofre, 
seventeen  leagues  from  Zacatecas,  associated  with  chlorid  of  silver  and  carbonate  of  lead  ;  also  iij 
crystals  at  ChanarciUo,  Chili,  with  chlorid  of  silver,  sometimes  imbedded  in  calcite  ;  also  at  Huel- 
goet in  Brittany,  with  cerargyrite. 
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143.  lODYRITE.  lodure  d' Argent  Vauquelin,  Ann.  Ch.  Phys.,  xxix.  99,  1825;  Do-rmyJco,  Ann. 
±  M.,  lY.  vi.  158,  1844^.  Plata  cornea  amarilla  Domeyko,  Min.,  205,  1845.  Iodic  Silver.  lod- 
silber  Germ.  lodit  Haid.,  Handb.,  506,  1845.  lodyrite  Dana,  Min,,  95,  1854.  lodargyrit 
Eamm.,  Min.  Ch.,  197,  1860. 

Hexagonal.  6>  Al  =  13S^  46';  a=0-SUdS.  Observed  planes  :  0,  I,  4, 
2,  ^.  Angles : 

6>  A  2  =  118°  Oa^  =154:°  W       1  a  2,  pat.,  =127°  36' 

6>Al=10i  53'       i  Ai,  pyr.,  =  155   26        4a4  =122  12 

Cleavage  :  basal  perfect.  Also  massive,  and  in  thin  j)lates  with  a  lamel- 
lar structure. 

Soft.  G.  =  5'5— 5*71  ;  5*707,  D amour  ;  5'501,  Domeyko  ;  5*61 — 5*67, 
Breith.  Lustre  resinous  to  adamantine.  Color  citron  and  sulphur-yellow 
to  yellowish-green,  sometimes  brownish.  Streak  yellow.  Translucent. 
Plates  flexible,  sectile. 

Comp. — Ag  I=Iodine  54,  silver  46  =  100.  Analyses  :  1,  Domeyko  (1.  c.) ;  5,  Damour  (Ann.  d. 
M.,  Y.  iv.  329) ;  3,  4,  J.  L.  Smith  (Am.  J.  Sci.,  n.  xviii.  374) ;  5,  P.  Field  (J.  Ch.  Soc.,  x.  241) : 


Ag 

I 

1. 

Algodones 

46-25 

[53-75]  =  ] 00  Domeyko. 

2. 

(1) 

45-72 

54-03  =  99-75  Damour. 

3. 

« 

46-52 

52-93  =  99-45*  Smith. 

4. 

46-38 

53-11-99-49''  Smith. 

5. 

Chanarcillo 

45-98 

54-0-J  =  10u  Field. 

a  With  traces  of  chlorine  and  copper. 


Pyr.,  etc. — In  the  closed  tube  fuses  and  assumes  a  deep  orange  color,  but  resumes  its  yellow 
color  on  cooling.  B.B.  on  charcoal  gives  fumes  of  iodine  and  a  globule  of  metallic  silver.  With 
zinc  reacts  like  cerargyrite  and  bromyrite.  Fused  with  bisulphate  of  potash  in  a  matrass,  yields 
violet  vapors  of  iodine. 

Obs. — Occurs  in  thin  veins  or  seams  in  hornstone  at  Albarradon,  near  Mazapil ;  in  Mexico ;  at 
Algodones.  l  i  leagues  from  Coquimbo ;  less  abundantly  at  Delirio  mines  of  ChaiiarciUo,  Chili, 
where  the  crystals  are  sometimes  half  an  inch  broad  (Breith.,  B.  H.  Ztg..  xviii.  450  ) ;  also  at  Gua- 
dalajara in  Spaui.  In  Arizona  at  Cerro  Colorado  mine.  Descloizeaux  has  pointed  out  its  ho- 
moeomorphism  with  greenockite  (Ann.  Ch.  Phys.,  III.  xl.). 

1 4  i.  COCCIXITE.    lodure  de  Mercure  Dd  Eio ;  Beud.,  Tr.,  u.  5 1 5,  1 88 2.   Coccinit  Raid.,  Handb., 
•  572,  1845.    Mercure  iodure  i^r.    lodquecksilber  Germ. 

In  particles  of  a  reddish-brown  color  on  selenid  of  mercury,  adamantine  in  lustre,  at  Casas 
Tiejas,  Mexico;  and  supposed  by  Del  Rio  to  be  an  iodid  of  mercury.  But  Castillo  says  (Colegio 
de  Min.  Mexico.  1865  )  that  specimens  labelled  by  Del  Eio  contain  no  iodine,  and  appear  to  be 
largely  chlorine  and  mercury,  yet  are  not  calomel.  Castillo  describes  it  from  Zimapan  and  Cule- 
bras,  both  massive  and  in  acute,  acicular.  rhombic  pyramids,  2-6  mm.  long;  color  fine  red  to  yel- 
low, and  sometimes  yeUowish-green,  changing  to  greenish-gray  and  dark  green  on  exposure ; 
transparent  to  translucent.  In  a  closed  tube  affords  a  sublimate,  white  when  cold,  of  Hg-CL  and 
leaves  a  residuum  which  is  dull  red  while  hot,  orange-yeUow  when  cold,  and  which  B.B.  turns 
aurora-red,  and  is  dissipated  with  an  odor  like  that  of  selenium. 

145.  COTUNNITE.    Cotunnia  Mont.  &  Gov.,  Prodr.  Oritt.  Yesuv.    Cotunnite.    Chlorid  of 

Lead. 

Orthorhombic.  I A  7=99°  46',  0  A  l-z=149°  14' ;  a\l\  c=0-5953  :  1  : 
1-186S.    Observed  planes  :  /,  l-l.    6>  A  1  =  142'  6',  6^  A  l-i=153° 

22',  1  A 1,  mac.,  =  133°  22',  brach.,  123°  5S',  i-l  A  ov.  w,=118°  38'.  In 
acicular  crystals. 
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May  be  scratched  by  the  nail.    G.rz:5*238.    Lustre  adamantine;  inclin 
ing  to  silky  or  pearly.    Color  white.    Streak  white. 

Oomp.— Pb  Cl^Chlorme  25-5,  lead  74-o  =  ino. 

Pyr.,  etc. — B.B.  on  charcoal  fuses  readily,  spreading  out  on  the  coal  and  volatilizing,  gives  a  ' 
white  coating,  the  inner  edge  of  which  is  tinged  yellow  from  oxyd  of  lead ;  the  coating  in  R.F. 
disappears,  tinging  the  flame  azure ;  with  soda  gives  metalhc  lead.    Added  to  a  salt  of  phosphorus 
bead,  previously  saturated  with  oxyd  of  copper,  gives  the  reaction  for  chlorine  (see  cerargyi'ite). 
Soluble  in  about  22  parts  of  hot  water. 

Obs. — Found  by  Monticelli  and  Covelli,  in  the  crater  of  Vesuvius,  after  the  eruption  of  ]  822, 
accompanied  by  chlorid  of  sodium,  and  chlorid  and  sulphate  of  copper ;  also  by  Seacchi  and  G-uis* 
cardi  on  the  lava  of  1855. 

Named  after  Dr.  Cotugno  of  Naples.    Angles  very  near  those  of  iiaidingerite. 


146.  MOLYSITE.    Eisenchlorid  ffausm.,  1819,  Handb.,  1463,  1847.    Chlorid  of  Iron.  Moly- 

site  Dana. 

Incrusting.    Color  brownish-red,  light  or  dark,  and  yellow. 

Comp.— Fe'  CP=:Chlorine  65'5,  iron  34-5  =  100. 

Obs. — Noticed  by  Hausmann  at  Vesuvius  in  1819,  forming  a  brownish-red  incrustation  on 
lavas ;  and  by  Seacchi  in  the  same  region,  as  a  result  of  recent  eruptions  (Eruz.  Vesuv.,  1850-55), 
who  attributes  the  yellow  color  of  the  lavas  about  the  fumaroles  or  steam-holes  partly  to  thia 
species. 

The  existence  of  a  protochlorid  of  iron  (Fe  01)  at  Vesuvius  was  announced  by  Monticelli  and 
CovelH  ;  but  this  is  not  confirmed  by  Seacchi. 

Named  from  fjoXvus,  stain,  in  allusion  to  its  staining  the  lavas. 


2.  HYDROUS  CHLOEIDS. 

147.  CARNALLITE.    Carnallit  K  Rose,  Pogg.,  xcviii.  161,  1856. 

Massive,  granular ;  flat  planes  developed  by  action  of  water,  but  no  dis- 
tinct traces  of  cleavage  ;  lines  of  strise  sometimes  distinguished,  which  indi- 
cate twin-composition. 

Lustre  shining,  greasy.  Color  milk-white,  but  often  reddish  from  mixture 
of  oxyd  of  iron.    Fracture  conchoidal.    Soluble.  Strongly  phosphorescent. 

Comp.— K  Cl+2  Mg  Cl+12  H=r(^  K+|  Mg)  Cl+4  H=Chlorid  of  magnesium  34;20,  chlorid 
of  potassium  26*88,  water  38-92  =  100.  Under  a  more  general  formula  (K,  Mg)  Cl+4  H.  Analy- 
ses: 1,  2,  Oesten  (Pogg.,  xcviii.,  161);  3,  Siewert  .(Jahresb.,  1858.  739);  4,  A.  Goebel  (J.pr.  Ch., 
xcvii.  6): 

Mg  CI   K  CI  Na  CI  Ca  CI  Ca  S    J'e  S 

1.  Stassfurt,  re(icZj5?i    31-46    24-27    5-10    2-62    0'84    0-14    r35-57]  =  100  Oesten. 

2.  "  "         30-51  [24-27]  4-55    3-01    1-26  [0-14]  [30-26]  =  lOo  Oesten. 

3.  "        white      36-03    27-41    0-23    1-14  ,  H  36-:i3  — 38-01  Siewert. 

4.  Maman,  Persia       34-65    25-62   39-67,  gangue  0  06  =  100  Goebel. 

The  impure  caraallite  of  the  mine  contains  Mg  CI  29-53,  K  CI  21-80,  Na  CI  7-95,  sulphate  of 
potash  10-20,  silicate  of  magnesia  and  alumiaa,  sand,  and  boracic  acid  1-20,  water  and  loss  29-32. 
The  brown  and  red  color  of  much  of  the  mineral  is  due  partly  to  oxyd  of  iron,  which  is  iu 
hexagonal  tables,  and  partly  to  organic  matters  (water-plants,  infusoria,  sponges,  etc.).    In  anal 
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4,  there  was  some  organic  substance  present  with  the  water ;  and  the  carnehan  to  blood-red  color 
is  sliowu  to  be  due  to  it. 

Pyr.,  etc. — B.B.  fuses  easily.  Soluble  in  water,  100  parts  of  water  at  18-t5^C.  taking  up 
64-5  parts, 

Obs. — Occurs  at  Stassfurt,  where  it  forms  beds  in  the  upper  part  of  the  salt  formation,  alter- 
nating wiir  thinner  beds  of  common  salt  and  kieserite,  and  also  mixed  with  the  common  salt. 
Its  beds  consist  of  subordinate  beds  of  diiferent  colors,  reddish,  bluish,  brown,  deep  red,  some- 
times colorless.  Sylvine  occurs  in  the  carnallite.  Also  found  with  salt  at  Maman  in  Persia.  Its 
richness  in  potassium  makes  it  valuable  for  exploration. 

Named  after  von  Carnal  1  of  the  Prussian  mines. 

Artif.— Occurs  artiliciaUy  formed  in  the  salt  pans  at  Halle. 

148.  TAOHHYDRITE.    Tachhydrit  Eamm.,  Fogg.,  xcviii.  261,  1856. 

Massive ;  in  roundish  masses.    Two  distinct  cleavages. 
Color  yellowish.    Transparent  to  translucent.    Yery  deliquescent  on 
exposure. 

Comp.-(Ca  CH-2  Mg  G\)+UIL={^  Ca+f  Mg)  Cl  +  4  H=Chlorine  41-17,  calcium  7-76,  mag- 
nesium 9-30,  water  41*77  =  100  ;  or  under  a  more  general  formula,  (Ca,  Mg)  Cl+4  H.  Analysis  by 
Rammelsberg  (1.  c.) : 

0140-34  Ca  7  46  Mg  9-51  H  [42-69]  =  100 

Pyr.,  etc.— Fuses  easily.  Very  soluble;  100  parts  of  water  at  18-75''C.  dissolving  160*3  of 
the  salt. 

Obs. — From  the  salt  mines  of  Stassfurt,  in  thin  seams  with  carnallite  and  kieserite,  in 
anhydrite. 

Named  in  allusion  to  its  ready  deliquescence,  from  rax^i;,  quick,  and  v6cop,  loatcr. 

149.  KREMBRSITE.    Eisenchlorid  mit  den  Chloralkalien  Kremers,  Fogg.,  Ixxxiv.  79,  1851. 

Kremersit  Kenng.,  Min.,  9,  1853. 

Isometric.    In  octahedrons. 
Color  ruby-red.    Easily  soluble. 

Comp.— KCl+AmCl+Fe^CP+3  H:=2  (iK+i  Am)  Cl+Fe^OP+3  H^Chlorine  55*86,  potas 
sium  12-32,  ammonium  5-67,  iron  17-65,  water  8'50  =  100.  Analysis  by  Kremers  (Pogg., 
Ixxxiv.  79 j  :  ,  " 

01  K  Am  Na  Fe  H 

55-15  12-07  6-17  0*16  16-89  [9*56]  =  100. 

It  is  identical  with  an  artificial  salt  obtained  by  Fritzsche. 

Obs. — From  fumaroles  at  Vesuvius,  as  a  product  of  sublimation. 


3.  OXYCITLORIDS. 

150.  MATLOOKITE.    R.  P.  Greg,  Phil.  Mag.,  IV.  ii.  120,  1851. 

Tetrao:onal.  0  A  1-^=128°  42' ;  «=1*2I82.  Ob- 
served planes,  (9,  7,  1,  %i.  O  A  7=90°,  0  A  2-fc 
111°  50f ,  0  A  l=zll9°  31^  ^-i  A  2-^,  pyram.,  =  9Y°  58', 
basal,  =  136°  19',  1  A  1,  pyram.,  =  104°  6',  basal,  120° 
52'.  Cleavage :  basal  imperfect.  Crystals  gener- 
ally tabular. 
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COMPOHN'DS  OF  CIILORmE,  BRO^kllNE,  lODIXE. 


H.  =  2*5—3.  G.  =  7'21.  Lustre  adamantine,  occasionally  pearly - 
Color  clear  yellowish,  sometimes  a  little  greenisli.  Transparent  to  trans- 
lucent. 

Comp.— Pb  Cl+Pb  0— Cblorid  of  lead  55-5,  oxyd  of  lead  44-5  =  100.  Analysis  by  Dr.  R.  A, 
Smith  (1.  c.) : 

Pb  CI  55-18  Pb  0  44  30  Moisture  0*07  =99-55. 

Rammelsberg  found  (Pogg.  Ixxxv.  141),  Pb  CI  52-45,  Pb  0  46-42. 
Pyr.,  etc. — Reacts  like  mendipite. 

Obs. — From  an  old  mine  near  Cromford  in  Derbyshire,  with  phosgenite.  Crystals  seldom  large, 
but  one  measures  two  inches  across;  according  to  Keungott  (Min.  Not,  No.  11),  1  Al,  basal.  = 
121°  2',  and  2-iA2-i,  basal  edge=136''  IT';  also,  as  a  sublimation  product  at  Vesuvius  aftei 
the  eruption  of  1858  (R.  Cappa,  J.  pr  Ch.,  Ixxx.  381). 

151.  MENDIPITE.  Saltsyradt  Ely  (Salzsaures  Blei)  Berz.,  Ak.  H.  Stockh.,  184,  1823  ;  Ed.  J. 
Sci.,  i.  319,  1824.  New  ore  of  lead  from  Mendip,  Peritomous  Lead-baryte,  Maid.,  Mohs's  Min., 
ii.  151,  1825.  Muriate  of  Lead,  Chlorid  of  Lead.  Plomb  chlorure,  pt,  Ft:  Kerasine  pt.  [resl 
phosgenite]  Beud.  Tr.,  ii.  502,  1832.  Chlor-Spath  Breitli.,  Char.,  61,  1832.  Berzelite  Levy 
Min.  Heul.,  ii.  448,  1837.    Mendipit  Clock.,  Grundr.,  604,  1839. 

Ortliorhombic  ;  /A/==102°  36^  Observed  planes,  0^  Occurs 
in  fibrous  or  columnar  masses,  often  radiated.  Cleavage  :  /  highly  perfect ; 
diagonal  less  perfect. 

H.=2'5  — 3.  G.  =  7— T'l.  Lustre  pearly  and  somewhat  adamantine 
upon  cleavage  faces.  Color  white,  with  a  tinge  of  yellow,  red,  or  blue. 
Streak  white.    Feebly  translucent — opaque. 

Comp.— Pb  Cl+2  Pb  0= Chlorid  of  lead  ?,8-4,  oxyd  of  lead  61-6  =  100.  Analyses:  1,  Berzelius 
(Ak.  H.  Stockh.,  1823,  Pogg.,  i.  272,  and  Ramm.  1st  Suppl.,  24);  2,  Schnabel  (ib.,  3d  Suppl.,  78); 
3,  Rhodius  (Ann.  Ch.  Pharm.,  Ixii.  373): 

1.  Mendip  Hills  Pb  CI  39-82  Pb  0  60-18  =  100  Berzelius. 

2.  Westphalia  38-70  61-25  =  99-95  Schnabel. 

3.  "  32-55  67-78  =  100-33  Rhodius. 

Pyr.,  etc. — In  the  closed  tube  decrepitate?  and  becomes  more  yellow.  B.B.  on  charcoal  fuses 
easily,  and  is  reduced  to  metallic  lead  with  elimination  of  acid  vapors,  giving  the  coal  a  white 
coating  of  chlorid  of  lead,  the  inner  edge  of  which  is  yeUow  from  oxyd  of  lead.  With  salt  of 
phosphorus  bead,  previously  saturated  with  oxyd  of  copper,  colors  the  O.P.  azure-blue.  Soluble 
in  nitric  acid. 

Obs. — This  rare  mineral  was  formerly  found  at  the  Mendip  Hills,  in  Somersetshire,  in  small 
radiated  crystalKne  masses  on  earthy  black  manganese;  it  has  been  met  with  at  Tarnowitz, 
Silesia,  in  clay  in  opaque  prismatic  crystals ;  at  mine  Kunibert  near  BriUon  in  Westphalia. 

152.  SCHWARTZEMBERGITE.  Oxychloroiodure  de  plomb  (fr.  Atacama)  Domeyko,  Ann. 
d.  M.,  YI.  V.  453,  1864.    Schwartzembergite  Datia. 

Rhombohedral.  In  druses  of  small  crystals.  Also  in  thin  amorphous 
crusts,  compact,  passing  into  earthy. 

H.=2— 2'5.  G.  =  5*T.  Schwartzemb.;  6'2— 6*3,  Liebe.  Lustre  adamantine. 
Color  honey-yellow,  when  purest ;  also  straw-yellow,  inchning  to  lemon- 
yellow,  sometimes  a  little  reddish.    Streak  straw-yellow.  Brittle. 

Comp. — PbI  +  2PbO,  Liebe.  More  probably,  as  the  analysis  so  gives,  Pb  (I,  Cl)+2  Pb  0,  with 
I :  Cl=3  :  2.    Analysis:  K.  T.  Liebe  (Jahrb.  Min.,  1867,  159) : 

Pb  CI       Pb  I      Pb  0      tbS      i»bO  Sb 
11-40       30-89       48-92       5-51       l-b8  0-91=99-51 
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Liebe  regards  all  the  ingredients  as  impurities  except  tlie  iodid  and  oxyd  of  lead.  Domeyko  in 
an  imperfect  analysis  (1.  c.)  obtained  Pb  CI  22  8,  Pb  I  18-7,  Pb  0  47-1,  S  2-5,  Ca  1-7,  gangue  5-3 
=  98-1. 

Pyr.,  etc. — Very  fusible,  like  cerargyrite ;  in  fusing  loses  its  color.  On  charcoal  metallic 
globules.  In  a  matrass  abundant  violet  vapors  of  iodine.  No  effervescence  with  nitric  acid,  but 
loses  color,  becoming  lirst  brownish  and  then  white,  and,  if  some  water  be  added,  it  dissolves  com- 
pletely on  heating. 

Obs. — Forms  crusts  in  galeuite  at  a  mine  10  leagues  foom  the  port  of  Paposo  in  the  desert  of 
Atacama,  where  it  was  discovered  by  Mr.  Schwartzemberg. 

153.  AT  AC  AMITE,  Sable  vert  cuivreux  du  Perou,  Chaux  cuivreuse  unie  a,  uu  pen  d'acide 
muriatique  et  d'eau,  Rochefoucauld^  Baume  &  Fourcroy^  Mem.  Ac.  Paris,  1786  (pub'd  in  1788); 
BerthoUet,  ib.,  474  (note  added  in  178S).  Kupfersand,  Salzsaures  Kupfer,  Karst.,  Tab.,  4(),  7G, 
1800.  Cuivre  muriate  ZT..  Tr.,  1801.  Muriate  of  Copper.  Atacamit,  Salzkupfererz,  5/Mme«6acA, 
Handb.  Nat.,  1805.  Kupferhornerz,  Atacamit,  Ludwig,  J^Iiu.,  ii.  178,  1804.  Smaragdochalcit 
Eausm.,  Handb.,  1039,  1813.  Halochalzit  Breiih.,  Handb.,  165,  1841.  Remolinite  B.  dc  M.,  Min., 
018,  1852.  Marcyhte  Shep.,  Marcy's  Expl.  Red  River,  135,  800,  Washington,  1854,  Am.  J.  Sci., 
II,  xxi.  206;  Dana,  ib.,  xxiv.  122.    Botallackite  A.  H.  Church,  J.  Ch.  Soc,  II.  iii.  212,  1865. 

Ortliorhombic.  7a7=112°  20\  0  Al-z=lSy  29^;  « :  :  ^?=1-131 : 1 : 
1492.  Observed  planes:  vertical,  /,  i-i^  i-i,  i-2,  i-l ;  domes,  1-t,  octahe- 
dral, {-2/\i-2,  ov.  a, -106°  31:',  -^-lA^-l,  ib.,=:=139°  4:',  1-lAl-^,  top=105° 
40',  /Al=:ll:3°  42',  1 A 1,  mac, =126°  40'.  Usual  in  modified  rectangular 
prisms,  and  rectangular  octahedrons.  Twins:  composition-face/;  consisting 
of  three  individuals.  Cleavage :  i-i  perfect,  l-l  imperfect.  Occurs  also  mas- 
sive lamellar. 

II.  =  3  — 3*5.  G.=4 — 4'3  ;  3'7,  Breith.  Lustre  adamantine — vitreous. 
Color  various  shades  of  briglit  green,  rather  darker  than  emerald,  some- 
times blackish-green.    Streak  apple-green.     Translucent — subtranslucent. 

Oomp.— 3  Cu  Il+Cu  CI  H=(f  Cu  +  i  Cu  CI)  H^Oxyd  of  copper  53-6,  chlorid  of  copper  30-2, 
(chlorine  16*0,  copper  14-3),  water  16-2  =  100.  The  ore  of  Cobija  (anal.  1)  and  botaUackiie  (anal.  8) 
contain  half  more  of  water,  giving  the  formula  3  Cu  11+ Cu  CI  H+2  aq..  Analyses:  1,  Berthier 
(Ann.  d.  M.,  III.  vii.  542);  2,  H,  Bibra  (J.  pr.  Ch.,  xcvi.  203);  4,  5,  F.  Field  (J.  Gh.  Soc,  vii.  193); 
6,  MaUet  (Ramm.,  5th  SuppL,  57) ;  7,  8,  Church  (J.  Ch.  Soc,  II.  iii.  81,  213): 


CI 

Cu 

Cu 

II 

1.  Bolivia,  Cobija 

14-92 

50-00 

13-33 

21-75  =  100  Berthier. 

2. 

"  Algodon 

14-96 

52-54 

13-33 

19-17  =  100  Bibra. 

3. 

15-07 

52-40 

1400 

18-53  =  100  Bibra. 

4. 

Copiapo 

14-94 

56-46 

17-79  Field. 

5. 

15-01 

56-24 

18-00  Field. 

6. 

Chili 

16-33 

55-94 

14-54 

12-9H,  quartz  0-0^  =  99-85  Mallet. 

7. 

Cornwall 

15  20 

51-32 

13-57 

16-91  =  100  Church. 

8. 

BotaUackiie 

14-51 

6.')-25 

22-60=103-36  Church. 

Anal.  4  corresponds  to  Cu  CI  28-22,  Cu  53-99,  H  1 7-79  ;  and  5  to  Cu  CI  28-35,  Cu  53'62,  II  IS'OO 
For  other  analyses  see  Ulex,  Ann.  Ch.  Pharm ,  Ixix.  361. 

Pyr.,  etc. — In  the  closed  tube  gives  otY  much  water,  and  forms  a  gray  sublimate.  B.B.  ou 
charcoal  fuses,  coloring  the  O.F.  azure-blue,  with  a  green  edge,  and  giving-  two  coating.-*,  ouj 
brownish  and  the  other  grayish-white  ;  continued  blowing  yields  a  globule  of  metaUic  copper ;  the 
coatings  touched  with  the  R.F.  volatilize,  coloring  the  flame  azure-blue.     In  acids  easily  soUil)lo. 

Obs.  This  species  was  ori>>-inally  found  in  tlie  state  of  sand  in  tlie  Atacama  province,  north -ni 
part  of  Chili.  It  occurs  in  different  parts  of  Cliili,  especially  at  Los  RsmolinDS  ;  also  in  veins  in 
the  district  of  Tarapaca,  Bohvia ;  at  Tocopilla,  1 6  leagues  north  of  Cobija,  an  imporant  locality, 
in  Bolivia ;  with  malachite  in  South  Australia ;  at  the  extraordinary  malachite  locality  in  the 
Serra  do  Bembe,  near  Ambriz,  on  the  west  coast  of  Africa;  at  the  Estrella  mine  in  southern 
Spain ;  at  St.  Just  in  Cornwall,  ia  crusts  and  stalactitic  tubes.  Botallackite  occurs  at  the  Botallack 
mine,  Cornwall,  ia  thin  crusts  of  minute  interlacing  crystals,  closely  investing  killas ;  Schwarzen- 
berg  in  Saxony ;  also  supposed  to  invest  some  of  the  lavas  of  Vesuvius,  but  questioned  by 
Scacchi,  the  mmeral  so  caUed  bemg  a  basic  sulphate  (Mem.  Incend.  Vesuv.,  1855). 
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It  is  sometimes  ground  up  in  Chili,  and  sold  under  the  name  of  Arsenillo  as  sand  for  letters. 

Marcijliie  of  Shepard,  as  originally  described,  was  an  impure  atacamite  of  a  black  color ;  a  trial 
aflbrdcd  Shepard  copper  54-30,  0  and  CI  39-20,  H  9-50.  G.=4— 4-1.  From  the  south  part  of  the 
Red  River,  near  the  Wachita  Mts.    (See  further  under  Melaconite,  p.  137  ) 

153 A.  TALLINGITE.    A.  H.  Church,  J.  O .  Soc,  II.  iii.  213,  1865. 

In  thill  crusts,  consisting  of  irregular  aggregations  of  minute  globules, 
api)earing  botryoidal  under  the  microscope.  Subcrystalline. 

iL  =  ;3.  G.  =  3-5  (approximate).  Color  bright-blue,  inclining  to  green. 
Streals:  wliite.    Subtranslucent.    Fragile.  Hygroscopic. 

Oomp.— 4  Cu  H  +  CuCl  H+3aq  —Chlorid  of  copper  22-55,  oxyd  of  copper  53-29,  water  24*1 6  = 
100;  or  chlorine  I  I'D  I,  oxyd  of  copper  6.)-60,  water  24-16  =  lU2-67.  Church  (J.  Ch.  Soc,  11.  iii. 
77)  obtained  Cu  06-24,  CI  11-33,  which  corresponds  to 

CI  11-33       Cu  53-57       Cu  10-11       H  24-99=  100. 

In  another  blue  Cornwall  mineral  Church  found  (ib.,_  2 13)  Oxyd  of  copper  67-25,  chlorine  8-73, 
water  2ti-56  =  102-54 ;  which  gives  the  formula  6  Cu  H  +  Cu  CI  H  +  5  aq=Oxyd  of  copper  67*25, 
clilorine  8-58,  water  26  13=  I  ()l-96.  Church  says  the  less  hydrated  copper  sulphates  and  chlorids 
are  green,  the  more  hydrated  blue. 

Pyr.,  etc. — In  vacuo  loses  hygroscopic  water,  remaining  blue.  At  100"  C.  rapidly  becomes 
green,  losing  considerable  water.  Insoluble  in  water,  but  easily  soluble  in  dilute  acids  and  iu 
ammonia. 

Obs.-70ccurs  at  the  Botallack  mine,  Cornwall.  Named  after  R.  Tailing,  of  Lostwithiel,  by 
whom  the  mineral  was  collected. 

Artif. — A.  similar  compound  has  been  formed  by  Kane,  and  by  G-raham,  by  the  action  of  water 
on  N      Cu  CI ;  its  formula  is  4  Cu  H+Cu  ClHaq. 

154.  PERCYLITE.    E.  J.  Brooke,  Phil.  Mag.,  III.  xxxvi.  131,  1850. 

Isometric.    In  minute  cubes.    (3bserved  planes  :  0,  1,  7, 
H.=r2'5.    Color  sky-blue.    Streak  similar  to  the  color. 

Comp. — According  to  Percy,  contains,  besides  some  water,  lead,  chlorine,  copper,  and  probably 
oxygen,  with  Pb  :  CI  :  Cu  =  2-u6  :  0*84  :  0-77  ;  whence  Percy  suggCbts  the  formula  (Pb  CI  +  Pb  0) 
+  (CuCl  +  CuO)  +  aq. 

Pyr.— Iu  the  closed  tube  yields  water  and  odorless  fumes,  B.B,  tinges  the  flame  green  with 
blue  on  the  edges.    ^Vith  borax  reacts  for  copper. 

Obs. — Found  with  gold,  and  supposed  to  be  from  Sonora,  Mexico. 


APPE^TDIX  TO  CHLORIDS,  BROMIDS,  AKD  lODIDS. 

155.  CHLORID  OF  MAGNESIUM.    156.  CHLORID  OF  MANGANESE. 

Chlorid  of  magnesium  and  chlorid  of  manganese,  according  to  Scacchi  (Mem.  Incend.  Vesuv., 
1855),  probably  occur  in  the  saline  incrustations  formed  at  the  eruption  of  Vesuvius  in  185.=).  The 
suppose  d  existence  of  the  manganesian  chlorid  was  ascertained  by  treating  the  crust  with  distilled 
water  aiid  testing  with  ferrocyanid  of  potassium,  when  a  white  precipitate  was  thrown  down, 
which  acquired  after  a  while  a  pale  rose  tint ;  and  also  iu  other  ways. 

1 57,  1 58.  lODLD  OP  Zinc. — BROiiro  op  Zmc. — Iodine  and  bromine  are  stated  by  Mentzel  to  occur 
along 'with  a  cadmiferous  zinc  iu  Silesia,  and  hence  it  is  inferred  that  iodid  and  bromid  of  zinc  exist 
in  nature,  though  not  yet  distinguished. 

Besides  the  preceding  species,  the  following  also  contain  chlorine  :  Sodahte  and  Pyrosmahte, 
and  some  Nephelite,  Nosite,  and  Mica  among  silicates;  some  Apatite  among  phosphates ,- 
Boracite  among  borates ;  Phosgenite  among  carbonates. 
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IV.  FLUORINE  COMPOUNDS. 


1.  AXIIYDEOUS. 

1.  FLUORITE  GROUP. 

159.  Fluorite  Ca  F  IGl.  Fldocerite      Ce  F 

160  Yttrocerite      (Ca,  Ce,  Y)  F  162.  Fluocerixe 

2.  FLUELLITE  GROUP.    Contain  Aluminum. 

163.  Fltjellite 

3.  CRYOLITE  GROUP.    Contain  Aluminum  and  Sodium  or  Calcium. 

164  Cryolite      3      F  +  AP  F^  166.  Chiolite       3  Xa  F  +  2  AP  F^ 

165.  Arksutite     (Ca,  Na)- F  +  Al^  F^  167.  Chodxeffite  2  Na  F  + APF' 

2.  HYDEOUS. 

1 68.  Pachxolite     3  (Ca,  Na)  F  +  AP  F'  +  2  EC    170.  Gearksutite  Ca'  F  +  AP  F'+4  3 

1 69.  Thomsexolite  2  (Ca,  Na)  F  +  AP  F'  +  2  li    171.  Prosofite 

159.  FLUORITE  or  FLUOR.  Fluores  lapidos  gemmarum  similes  sed  minus  duri — qui  ignig 
calore  liquescunt  [whence  he  derives  the  name] — Colores  varii,  jucundi,  (1)  rubri,  (2)  purpurei 
(vulgo  amethvsti),  (3)  candidi,  lutei,  (5)  cineracei,  (6)  subnigri,  etc.  [with  mention  also  of  its 
use  as  a  flux  in  smelting],  Agric,  Berm.,  458,  1529 ;  Germ.  Flusse  id.,  Interpr.,  464,  1546.  Fluor 
mineralis  Stolbergicus,  Lithophosphorus  Suhlenpis,  Woodward,  Cat.,  1728.  Glas-Spat,  Spatum 
vitreum,  Wall,  64,  1747.  Fluss,  Flussspat,  Glasspat,  Cronst.,  93,  1758.  Flussaures  Kalk 
Scheele,  Ak.  H.  Stockh.,  1771.  Calx  fluorata  Bergm.,  Sciagr.,  1782.  Spath  fusible,  Spath 
vitreux,  de  Lisle,  Crist.,  1772,  1783.  Fluorite  Xapione,  Min.,  373,  1797.  Fluor  Spar,  Fluate  of 
Lime,  Fluorid  of  Calcium ;  Vulg.  Derbyshire  Spar,  Blue-john.  Chaux  fluatee  Fr.  Fluorine 
Beud.,  Tr.,  ii.  517,  1832.    Liparit  Glock.,  Syn.  282,  1847. 

Var. — Chlorophane  (fr.  Nertschinsk)  Th.  Be  Grotihaus ;  Delameth.,  J.  de  Phys.,  xlv.  398, 
1794.    Ratofkit  Fischer,  John  Ch.  Unters.,  vi.  232,  1812. 

Isometric.  Observed  planes  :  6> ;  /;  1,  2,  3  ;  ^'-2,  ^'-3,  ^'-f ,  i-^  ;  2-2,  3-3, 
J-} ;  1-2,  -i^-f ,  Jf-Y.  1-h  ^'igs- 1  (common^,  2  to  8, 10, 11, 16, 18,  siioi^ 

lar  to  21  (planes  1,  and  3-3),  26.  Cleavage  :  octahedral,  perfect.  Twins  : 
coinposition-tace,  1,  f.  50  ;  also  f.  129,  in  which  the  composition  is  parallel 
to  each  octahedral  face.  Massive.  Earely  columnar ;  usually  granulai*, 
coarse  or  tine.  Crystals  often  having  the  surfaces  made  up  of  small  cubes, 
or  cavernous  with  rectangular  cavities. 
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H.=4.  G.=z3-01-3-25  ;  3-1800-3-1889,  Kenngott,  from  43  specimens, 
the  mean  3*183.  Lustre  vitreous  ;  sometimes  splendent ;  usually  glimmer 
ing  in  the  massive  varieties.   Color  white,  yellow,  green,  rose  and  crimson- 
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red,  violet-blue,  sky-blue,  and  brown :  wine-yellow,  greenish  and  violet- 
blue,  most  common  ;  red,  rare.  Streak  white.  Transparent — subtranslu- 
cent.  Brittle.  Fracture  of  fine  massive  varieties  flat-conchoidal  and 
splintery.  Sometimes  presenting  a  bluish  fluorescence.  Phosphoresces 
when  heated. 

Comp.,  Var. — Fluorid  of  calcium,  Ca  F=r Fluorine  48-7,  calcium  51-3  =  100.  Berzelius  found 
0*5  of  phosphate  of  lime  in  the  spar  of  Derbyshire.  The  presence  of  chlorine  (or  muriatic  acid  in 
old  chemistry)  was  detected  early  by  Scheele.  Kersten  found  it  in  fluor  from  Marie nberg  and 
Freiberg.  The  bright  colors,  as  shown  by  Kenngott,  are  lost  on  heating  the  mineral ;  they  are 
attributed  mainly  to  difterent  hydrocarbon  compounds  by  Wyrouboif  (Bull.  Soc.  Ch.,  II.  v.  334, 
186G),  the  crystallization  having  taken  place  from  aqueous  solution. 

Var.  1.  Ordinary;  (a)  cleavable  or  crystallized,  very  various  in  colors;  (&)  coarse  to  fine 
granular ;  (c)  earthy,  dull,  and  sometimes  very  soft.  A  soft  earthy  variety  from  Eatofka,  Russia, 
of  a  lavender-blue  color,  is  the  ralofkite. 

The  finely-colored  fluors  have  been  called,  according  to  their  colors,  false  ruby,  topaz,  emerald, 
amethyst,  etc.  The  colors  of  the  phosphorescent  light  are  various,  and  are  independent  of  the 
actual  color ;  and  the  kind  afibrdiug  a  green  color  is  [d)  the  chlorophane  (fr.  xAwpo's,  green,  and 
(paivo,  I  appear)  or  pyro-emerald. 

Breithaupt  obtained  for  fluor  Gr.  =  3-0]7,  fr.  Alston  Moor,  Cumberland,  white;  8-170,  Euba, 
blue;  S'Ue,  ib.,  white;  3-171,  fr.  Siberia,  blue;  3-183,  ib.,  white;  3-166,  fr.  near  Marienberg, 
green;  3'172,  ib.,  blue;  3-169,  fr.  Bosenbrunn  in  Voigtland,  green;  3-186,  ib.,  blue;  3-188,  ib., 
white;  3-185,  fr.  Cornwall,  fluorescent;  3-188,  fr.  Switzerland,  rose-red;  3*193,  fr.  near  Freiberg, 
green;  3-255,  fr.  Mexico,  emerald-green  transparent  oct. ;  3-324 — 3*357,  fr.  Siberia,  violet-blue. 

2.  Antozonite  of  Schonbein.  The  dark  violet-blue  fluor  of  Wolsendorf,  Bavaria,  afforded  Schrot- 
ter  0*02  p.  c.  of  ozone,  which  Schonbein  (J.  pr.  Ch.,  Lxxxiii.  95,  Lsxxix.  7)  showed  to  be  antozone, 
whence  his  name  for  this  variety.  Its  strong  antozone  odor  is  said  often  to  produce  headache 
and  vomiting  in  the  miners.  Schaf hautl  states  (Ann.  Ch.  Pharm.,  xlvi.  344)  that  this  fluor  con- 
tains, K'itrogen  0-02073,  hydrogen  0-00584,  carbon  0-0365,  chlorous  acid  0-08692.  But  Wyrouboflf 
discredits,  in  part,  bis  results;  he  himself  obtained  Carbon  0-0170,  hydrogen  0-0038,  with  Al 
0-0180,  Fe  0-0032,  Fe  0*0025,  CI  0-0071.  Wyrouboft'  attributes  the  various  colors  to  compounds 
of  carbon  and  hydrogen,  derived  from  a  slight  infusion  of  organic  matters  in  the  solvent  waters ; 
he  found  (BuU.  ^'oc.  Ch.,  II.  v.  334,  1866)  that  the  blue  and  violet  colors  changed  to  purple  on 
heating,  and  supposes  that  two  C  H  substances,  a  blue  and  a  red,  were  present,  the  former  more 
volatile,  and  therefore  leaving  the  color  reddish  after  partial  heating. 

Pyr..  etc. — In  the  closed  tube  decrepitates  and  phosphoresces.  B.B.  in  the  forceps  and  on 
charcoal  fuses,  coloriag  the  flame  red,  to  on  enamel  which  reacts  alkaline  to  test  paper.  With 
soda  on  platinum  foil  or  charcoal  fuses  to  a  clear  bead,  becoming  opaque  on  cooling ;  with  an 
excess  of  soda  on  charcoal  yields  a  residue  of  a  difficultly  fusible  enamel,  while  most  of  the  soda 
sinks  into  the  coal ;  with  gypsum  fuses  to  a  transparent  bead,  becoming  opaque  on  cooling. 
Fused  in  an  open  tube  with  fused  salt  of  phosphorus  gives  the  reaction  for  fluorine.  Treated 
with  sulphuric  acid  gives  fumes  of  hydrofluoric  acid  which  etch  glass. 
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Phosphorescence  is  obtained  from  the  coarsely  powdered  spar  below  a  red  heat.  At  a  high 
temperature  it  ceases,  but  is  partially  restored  by  an  electric  discharge. 

Obs.— I^ometimes  in  beds,  but  generally  in  veins,  in  gneiss,  mica  slate,  clay  slate,  and  also  in 
limestones,  both  crystalline  and  nncrystalline,  and  sandstones.  Often  occurs  as  the  gangue  of 
metalHc  ores.  In  the  North  of  England,  it  is  the  gangue  of  the  lead  veins,  which  intersect  the 
coal  formaiion  in  Northuniberland^  Cumberland,  Durham,  and  Yorkshire ;  the  Cumberland  fluor 
often  contains  drops  of  fluid  within,  especially  the  green  variety  (Greg  and  Lettsom).  In  Derby- 
shire it  is  abundant,  and  also  in  i  ornwall,  where  the  veins  intersect  metamorphic  rocks.  Common 
in  the  mining  district  of  Saxony;  fine  near  Kongsberg  in  Norway.  In  the  dolomites  of  St. 
Gothard  it  occurs  in  pink  octahedrons;  at  Munsterthal  in  Baden  in  flesh-red  hexoctahedrons. 
It  has  been  detected  in  cannel  coal  by  Prof.  Rogers. 

In  Maine,  on  Long  Island,  Blue  Hill  Bay,  in  veins.  In  K  Hampshire,  at  N.  village  of  West- 
moreland, 2  m.  S.  of  mecling-house.  white,  green,  purple,  constituting  a  vein  in  quartz;  at  the 
Notch  in  the  White  Mts.,  green  cel.  in  quartz,  rare.  In  Vermont,  at  Putney,  in  green  cubes.  In 
Massachusetts,  at  the  Southampton  lead  mine.  In  Connecticut,  at  Trumbull,  the  cMorophane  var., 
with  topaz,  in  two  veins,  each  1 8  in,  wide,  in  gneiss :  at  Plymouth,  in  octahedral  and  dodecahe- 
di-al  crystals;  at  WilUmantic,  purple,  in  a  vein  in  gneiss,  and  also  sparingly  at  the  topaz  vein;  at 
the  Middletown  lead  mine.  In  Xeio  York,  in  Jefferson  Co.,  at  Muscoionge  lake,  formerly  abtmdant, 
in  gigantic  cubes,  sometimes  modified  (fig.  128  \  of  grass-green  and  pale-green  shades,  in  granular 
limestone ;  in  St.  Lawrence  Co.,  at  Rossie  and  Johnsburgh,  rarely  in  fine  crystals ;  at  Lockport, 
occasionally  in  cubes,  with  selenite  and  celestine  in  limestone ;  also  similarly  near  Rochester  and 
Manlius;  Amity,  in  thin  seams,  with  spinel  and  tourmaline.  Jn  JVew  Jersey,  near  the  Franklin 
Furnace.  In  Virginia,  near  Woodstock,  in  hmestoue  ;  on  the  Potomac,  at  Shepardstown,  in  white 
limestone.  In  Illinois,  Gallatin  Co.,  for  30  m.  along  the  Ohio,  10  to  15  m.  below  Shawneetown, 
and  at  other  places,  dark  purple,  often  in  large  crystals,  in  carboniferous  limestone,  with  galenite, 
and  through  the  soil.  In  California,  at  Mt.  Diablo,  rare  iu  white  cubes.  In  Arizona,  in  Castle 
Dome  dist.,  white,  pink,  green,  purple.  In  Nova  Scotia,  at  Mabon  harbor,  green.  Near  Lake 
Superior,  a  few  miles  from  the  N.E.  corner  of  Thunder  bay,  in  large  violet  cubes  on  amethyst, 
aftbrding  magnificent  specimens. 

Alt. — Fluor  spar  is  slightly  soluble  in  waters  containing  bicarbonate  of  hme  in  solution.  The 
alkaline  carbonates  decompose  it,  producing  carbonate  of  lime  or  calciie,  and  a  subsequent  change 
of  the  calcite  may  produce  other  forms  of  pseudomorphs.  Fluor  spar  occurs  chauged  to  quartz, 
-by  substitution,  and  also  to  limonite,  hematite,  lithomarge,  psilomelane,  calamine,  smithsonite, 
cerusite,  kaolinite. 

160.  YTTROCERITE.  Tttrocerit  Gahn  &  Berzelius,  Afh.,  iv.  1814.  Tttrocererit  Leonh., 
Handb.,  573,  1826.  Yttria  fluatee  Fr.  Fluate  of  Cerium  and  Yttria.  Ytterflussspath,  Fluss- 
yttrocalcit,  Germ.    Yttrocalcit  GlocJc.,  Syn.,  283,  1847. 

Massive ;  crystallme-graniilar  and  eartlij.  Cleavage  :  in  two  direction? 
inclined  to  one  another  108°  30^ 

H.=:4— 5.  G.=3'447,  Berzelins.  Lustre  glistening ;  vitreous — pearly. 
Color  violet-blue,  inclining  to  gray  and  white,  often  white;  sometimes 
reddish-brown.    Fracture  uneven. 

Comp. — Contains  CaF,  CeF,  and  YF,  in  different  proportions.  Analyses  by  Gahn  and  Berzelius 
(Afhandl.,  iv.  151,  and  Schw.  J.,  xvi,  241): 

Ca  €e  Y  FH 

47-63  18-21  9-11  25-05 

50-00  16-45  8-10  25-45 

Pyr.,  etc. — In  the  closed  tube  gives  water.  B.B.  on  charcoal  alone  infusible;  with  gypsum 
the  yttrocerite  of  Finbo  fuses  to  a  bead,  not  transparent,  and  that  of  Broddbo  is  infusible.  With 
the  three  fluxes  the  Finbo  mineral  behaves  like  fluor  spar ;  the  glass  is,  however,  yellow  in  the 
oxydizing  flame  as  long  as  hot,  and  becomes  opaque  sooner  than  the  glass  given  by  fluor  spar. 
In  a  pulverized  state  it  dissolves  completely  in  heated  muriatic  acid,  forming  a  yellow  solution. 

Obs. — Occurs  sparingly  at  Finbo  and  Broddbo,  near  Fahlun  in  Sweden,  imbedded  in  quartz, 
and  associated  with  albite  and  topaz.  Also  at  Amity,  Orange  Co.,  N.  Y. ;  in  Mass.,  probably 
Worcester  Co.;  at  Mt.  Mica,  in  Paris,  Maine.  The  Amity  mineral  has  been  examined  by  J.  E. 
Teschemacher.  The  Massachusetts  mineral  afforded  Dr.  C.  T.  Jackson  (Proc.  Nat.  H..  Bost.,  1844, 
166)  lime,  yttria,  oxyd  of  cerium,  with  some  ^1,  3Fe,  and  Si,  and  a  loss  of  19-4.  The  mineral  is 
mixed  with  fluorite  in  the  vein,  and  probably  the  specimen  analyzed  was  not  pure  from  it. 
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Tttrocerite  has  been  considered  a  fluor  spar  in  whicli  part  of  the  h'me  is  replaced  by  oxyds  of 
cerium  and  yttrium.  The  angle  of  cleavage  reported,  108°  30',  differs  but  a  degree  from  the 
angle  between  faces  of  a  regular  octahedron. 


161.  FLUOCERITE,  Neutralt  flussspatssyradt  Cerium  Berz.,  Afh.,  vi.  56, 1818.  Neutrales 
flusssaures  Cerer,  Flusscerium  ceriumfliiat,  Germ,.  Neutral  Fluate  of  Cerium.  Cerium  fiuateo 
Fr.    Fluceriue  Beud.,  Tr.,  ii.  519,  1832.    Fluocerit  Raid.,  Handb.,  500,  1845. 

Hexagonal.  In  hexagonal  prisms  and  plates.  Cleavage :  basal  most 
distinct.    Also  massive. 

H.=4:— 5.  G.=4:'7.  Lnstre  weak.  Color  dark  tile-red  or  almost  yel- 
low ;  deeper  when  the  mineral  is  wet.  Streak  white,  or  slightly  yellowish. 
Subtransliicent — opaque. 

Comp.— Ce  F  +  Ce^  F^,  Berzelius,  who  obtained  in  an  analysis  (1.  c.)  €e  82*64,  Y  1*12. 

Pyr.,  etc. — In  the  closed  tube  yields  water,  and  at  a  high  temperature  corrodes  the  glass;  the 
water  contains  fluorine,  and  tinges  Brazil-wood  paper  yellow;  the  assay  changes  from  yellow  to 
white  by  heat.  B.B.  on  charcoal  infusible,  but  darkens  in  color.  With  soda  it  is  not  dissolved, 
but  divides  and  sweUs  up ;  the  soda  is  absorbed  by  the  charcoal,  and  leaves  a  gray  mass  on  the 
surface. 

Obs. — Occurs  at  Finbo  and  Broddbo  near  Fahlun,  in  Sweden,  imbedded  in  quartz  and  albite, 
accompanying  pyrophysalite  and  orthite. 

162.  Fluocerixe. — (Basisk  flussspatssyradt  Cerium  Berz.,  Afh.  vi.  64.  Basisches  Fluorcerium. 
Basic  flucerine.  Basicerine  Beud.  Fluocerine  Hausm.,  1847.)  Isometric?  Supposed  to  show 
traces  of  the  rhombic  dodecahedron;  usually  massive.  H.=4'5  — 5.  Lustre  vitreous  or  resin- 
ous. Color  a  fine  yehow,  with  some  red,  and  wlien  impure,  brownish-yellow.  Streak  yeUow, 
brownish.    Subtrauslucent  to  opaque. 

Formula,  Ce"^  F^  + 3  (C"^  O-'+H)^: Cerium  17*6,  fluorine  10-9,  sesquioxyd  of  cerium  66-4.  water 
5*1  =  100.  Berzelius  obtained  in  his  analysis  \l.  c.)  €e  84*20,  and  H  4*95,  and  deduced  as  its 
composition  Ce  F  +  3  Ce  H. 

B.B.  on  charcoal  infusible,  at  a  low  red  heat  appears  almost  black ;  on  cooling  it  becomes  dark 
brown,  clear  red,  and  finally  yellow.    With  the  fluxes  behaves  like  fluocerite. 

From  Finbo,  with  fluocerite. 

A  mineral  from  Bastnas  afforded  Hisinger  (Ak.  H.  Stockh.,  1838,  189),  Sesquioxyd  of  Ce  (and 
La)  36*43,  fluorid  ibid.  50*15,  water  13-41,  which  corresponds  to  the  formula  Ce"^  F^  +  Ce^  0^+4  H. 
Named  Baducesite  by  Huot,  Min.,  i.  296,  1841. 


163.  FLUELLITE.    FlueUite  Levy,  Ann.  Phil.,  IL  viii.  242,  1824.  Fluate  of  Alumine,  Fluorid 

of  Aluminum. 

Orthorhombic ;  in  acute  rhombic  octahedrons  w4th  truncated  apex. 
lAl,  pyram.,  =  109°  6',  82°  12',  and,  basal,  144°;  /A  7=105°  nearly. 
H.=:3.    Lustre  vitreous.    Color  white.  Transparent. 

Comp. — Fluorine  and  aluminum,  according  to  Wollaston. 

Obs. — FlueUite  is  a  rare  mineral  found  at  Stenna-gwyn,  in  Cornwall,  in  minute  crystals  on 
quartz,  along  with  waveUite  and  uranite. 

164.  CRYOLITE.  Chryohth,  Thonerde  mit  Fiussaure  ^&i%aar(^,  Schcrer's  J.,  ii.  502,  1799; 
d'Andrada,  ib.,  iv.  37,  1800.  Kryolith  KarsL,  Tab.,  28,  73,  1800;  id.  (with  anal.)  Klapr.,  J.  de 
Phys.,  li.  473,  1800,  Beitr.,  iii.  207,  lb02  ;  Vauq.,  Ann.  Ch.,  xxxvii.  89,  1801.  Alumine  fluatee 
alcahue  ZZ".,  Tr.,  ii.  1801.    Cryolite.    Eisstein  Germ. 


Orthorhombic?  7a 7=88°  30' to 88°,  6>  A 7-1=12.5° 57^;  J  :  1-3789  : 
1  :  1-0265.    Observed  planes  as  in  the  figures.    6>  A  l-z=126°  40',  0  M  = 
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117  30'.  Prisms  often  a  little  taperi 
to  the  edges  I /  ^^-'^■^  and  sometimes  a 
dicated bj  dotted  lines  mno'm  %.  130. 
Twins  :  composition-face  /,  reenter- 
ing angle  I A  1=177°,  f.  131 ;  no  reen- 
tering angle  or  apparent  sutnre  on 
plane  0.  Cleavage:  basal  perfect; 
diagonal  less  so.    Massive,  cleavable. 

H.  =  2-5.  G.  =  2-9  — 3-077,  fr. 
Greenland;  2-95  —  2'96,  fr.  Miask, 
Dnrnef.  Lnstre  vitreous ;  slightly 
pearly  on  0.  Color  snow-white ; 
sometimes  reddish  or  brownish  to 
brick-red  and  even  black.  Subtrans- 
parent  —  translucent.  Immersion  ir 
i3rittle. 


ng,  and  marked  with  strife  parallel 
lso  to  edges  //  1-t,  and  //I,  as  in- 

130  131 


water  increases  the  transparency. 


F 

Al 

Ca 

1. 

Greenland 

12-8 

2. 

u 

"54-07" 

•  13-00 

3. 

03-23° 

13-23 

4. 

Miask 

'53-38' 

13-41 

0-35 

Comp.— 3  Na  F  +  AP  Aluminum  13  0,  sodium  32-8,  fluorine  54-2  =  100.  Analyses:  1, 
Klaproth  (1.  c.) ;  2,  Berzelius  (Ak.  H.  Stockli..  3  :5,  1823);  3,  Cbodnef  (Verb.  Gos.  Min.  St.  Pet., 
1845-46,  219);  4,  Durnef  (Pogg.,  Ixxxiii.,  588): 

Na 

26-8  Klaproth. 
32-93  Berzelius. 
32-71,  Mn,  Mu-  0-83  Chodnef. 
32-31,  Mn,  Fe  0-55  Durnef. 

Pyr.,  etc. — Fusible  in  the  flame  of  a  candle.  B.B.  in  the  open  tube  heated  so  that  the  flame 
enters  the  tube,  gives  off  hydrofluoric  acid,  etching  the  glass;  the  water  which  condenses  at  the 
upper  end  of  the  tube  reacts  for  fluorine  with  Brazil-wood  paper.  In  the  forceps  fuses  very  easily, 
coloring  the  flame  yellow.  On  charcoal  fuses  easily  to  a  clear  bead,  which  on  cooling  becomes 
opaque ;  after  long  blowing,  the  assay  spreads  out,  ihe  fluorid  of  sodium  is  absorbed  by  the  coal, 
a  suffocating  odor  of  fluorine  is  given  off,  and  a  crust  of  alumina  remains,  which,  when  heated 
with  cobalt  solution  in  O.F.,  gives  a  blue  color.  Soluble  in  sulphuric  acid,  with  evolution  of 
hydrofluoric  acid. 

Obs. — Occurs  in  a  bay  in  Arksut-fiord,  in  West  Greenland,  at  Evigtok,  about  12  m.  from  the 
Danish  settlement  of  Arksut,  where  it  constitutes  a  large  bed  or  vein  in  gneiss,  and  contains 
galenite,  sphalerite,  siderite,  pyrite,  arsenopyrite,  fluorite,  colurabite,  cassiterite,  all  often  in  fine 
crystals.  The  exposure  of  the  cryolite  is  about  300  feet  in  length.  It  is  shipped  in  lanre  quantities 
to  Europe,  and  to  the  United  States  (Pennsylvania),  where  it  is  used  for  making  soda,  and  soda  and 
alumina  salts ;  also  of  late,  in  Pennsylvania,  for  the  manufacture  of  a  white  glass  which  is  a  very 
good  imitation  of  porcelain.  It  has  also  been  used  for  the  miinufiicture  of  alu.ninum.  The  first 
specimens  of  cryolite  came  through  Denmark  from  Greenland,  and  the  earliest  notice  of  it  was  by 
Schumacher  in  the  Abh.  Nat.  Ges.  Copenhagen,  iv.  1795.  The  locality  was  described  from 
personal  observation  by  Giesecke  in  Ed.  Encyc,  x.  97.  and  Ed.  Phil.  J.,  vi.  141,  1822  ;  and  re- 
ceatly  by  J.  W.  Taylor  in  the  Q.  J.  G.  Soc,  xii.  140.  Taylor  states  that  the  cryolite  is  not  white, 
except  within  10  to  15  feet  from  the  surface,  and  that  below  this  it  becomes  dark-colored,  and 
even  black.  He  attributes  the  bleaching  above  to  the  heat  of  two  trap-dj-kes;  but  as  the  dykes 
are  not  in  contact  with  the  cryolite,  and  the  evidence  is  not  clear  that  they  ever  overlaid  it,  this 
cause  may  be  questio.iel.  The  contained  ores  and  other  minerals  are  most  abundant  near  the 
junction  with  the  gneiss. 

Dr.  Hagemanu  described  the  crystals  (Am.  J.  Sci.,  II.  xlii.  2<)8)  as  orthorhombic.  The  author 
obtained  the  above  figures  from  specimens  kindly  furnished  by  Dr.  H.  They  occur  implanted  on 
the  massive  cryolite.  The  twm,  by  the  absence  of  a  reentering  angle  on  plane  0,  appears  to 
prove  that  the  form,  is  orthorhombic  and  not  oblique.  Yet  Descloizeaux  states  that  the  optical 
characters,  as  observed  by  him,  indicate  a  monoclinic  form.  Owing  to  the  striations  of  the  crys- 
tals and  their  minuteness,  the  measurements  of  the  author  were  not  very  satisfactory  0  A  \ 
in  front,  gave  126"  40'  (5  measurements  126'  30' — 126^  40',  and  three  of  them  126'  40'),  OA  l-z, 
back,  125°  10'  — 125°  37',  OM-l  about  126',  1-/ A  2-^  about  159'  40,  OAl  about  115°  3(»', 
l-I,  front,  Al-?,  back,  =  71°  25'.    The  angles  obtained  point  to  a  monoclinic  form,  and  but  for 
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the  twin,  would  have  been  regarded  as  decisive.  The  angle  Ia  I  varied  from  89°  30'  to  85°.  The 
planes  2-2  and  1  were  not  observed  on  the  back  of  the  crystal.  Hagemann  found        1-^=70''  oO' 


165.  ARKSUTITE.    Arksudite  G.  Ragemann,  Am.  J.  Sci.,  II.  xhi.  94,  1866. 

Granular  massive.    Cleavage  :  one  quite  distinct. 

H.=2-5.  G.=:3*029— 3"1T5.  Lustre  vitreous,  somewhat  pearly  on  a 
cleavage  face.    Color  white.    Translucent.  Brittle. 

Comp.-2  (Ca,  Xa)  F  + Al'  with  Ca  :  Na=l  :  .3,=Aluminum  18-6,  sodium  23-R,  calcium  6-8, 
fluorine  51*3  =  100.    Analysis:  Hagemann  (1.  c): 

F  Al  Ca  Na  fl  Insol. 

51-03  17-87  7-01  23-00  0-57  0-74=100-22 

Pyr.,  etc.— Fuses  at  a  red  heat,  yielding  no  water. 

Obs. — From  the  cryolite  veiu  of  Iviktok,  near  Arksut-fiord,  in  South  Gl-reenland.  The  specific 
gravity  3-175,  it  is  said,  may  have  owed  its  excess  above  that  of  the  other  trials  to  the  presence 
of  a  httle  pyrite. 


166.  CHIOLITE.    Chiolith  (fr.  Miask)  Hermann  &  Auerhach,  J.  pr.  Ch.,  xxxvii.  188,  1846. 


131a 


Lmen  Mts. 


Tetragonal.  6>  A  1-^=133°  49^ ;  a=l-04184. 
Observed  form  f.  131a.  1  A 1,  pyr.,  =  108°  23' ;  1 A 1, 
basal,  =  111°  40' ;  1  A  1,  over  summit,  =  68°  20'. 
Cleavage  indistinct.  Twins  :  composition-face  1,  as 
in  f.  50.  Occurs  massive  granular,  resembling  cry- 
olite ;  structure  crvstalline. 

H.=4.  G.  =  2-72,  Hermann  ;  2-842  — 2-898, 
Ramm.  Color  snow-white.  Lustre  somewhat  re- 
sinous. Translucent. 


Comp.— 3NaF  +  2  Al^F'=Fluorine  58-0,  aluminum  18'6,  sodium  23-4=100. 
Hermann  (1.  c.) ;  2,  Earamelsberg  (Pogg.,  Ixxiv.  315,  1848): 


Analyses:  1, 


1.  Miask 

2.  " 


Al 
18-69 
(f)  18-44 


Na 

23-  78 

24-  05 


57-53]  Hermann. 
57-51]  Ramm. 


Pyr. — Like  cryolite. 

Obs. — From  the  Ilmen  Mts.,  near  Miask,  where  it  occurs  in  granite,  with  topaz,  fluorite,  pheua- 
cite,  and  cryolite. 

For  Kokscharof  on  cryst.,  see  Verb.  Mn.  Ges.  St.  Pet.,  1850,  '51,  and  Min.  Russl,  iv.  393. 

Kenngott  makes  crystals  from  the  topaz  mine  of  Mursinsk  orthorhombic  (Ber.  Ak.  Wien,  xi. 
980),  with  the  prismatic  angle  124''  22',  and  having  the  acute  edge  of  the  prism  truncated,  and 
I A  i-t=111°  49  '. 


16  7.  CHODNEFFITE.  Chiohth  (fr.  Miask)  v.  Worth  &  Chodnef,  Yerh.  Russ.  Min.  Ges., 
1845-46,  208,  216,  1846.  Chodneffite  Dana,  Min.,  234,  1850;  CryoUte,  ib.,  97,  1854.  Nipho- 
lith  Kaum.,  Min.,  219,  1864. 

G.=2-62— 2-77,  v.  Worth;  3-00,  Eamm.  Like  chiolite  in  physical 
characters. 

Oomp.— 2  Na  F  +  Al'  F*=Fluorine  56*4,  aluminum  16-3,  sodium  27-3=100,  Analyses:  1,  A 
Chodnef  (L  c);  2,  Rammelaberg  (Pogg.,  lixiv.  314): 
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F  Ai  m 

1.  Miask  f  [56-82]  16-48  26-70  Chodnef. 

2.  "  f  [56-57]  15-75  27-68  Ramm. 

Obs. — Rammelsberg  by  his  analyses  appears  to  show  that  besides  cryolite  there  are  two  other 
related  compounds  at  Miask,  one  of  his  analyses  sustaining  the  chiolite  of  Hermann,  and  the 
other  the  chiolite  of  Worth  and  Chodnef;  and  on  the  basis  of  his  results  this  species  is  made 
distinct  from  the  others. 


168.  PACHNOLITE.    Pachnolit  Knop.,  Ann.  Ch.  Pharm.,  cxxvii.  61,  1866. 


Monoclinic.  I A  7=98°  S4:\  4-  A  4-=10S°  15',  I A  J=153° 
37',  0  A  1=90°  20',  front  edge  of  pyr.  on  front  edge  of  prism 
116°  15',  Descl.  Twins  :  composition -face  i-l  (f.  132) ;  crys- 
tals always  twins  ;  -J-  A  -f  adjacent  91°  13'.  Cleavage  :  0  and 
/,  nneqnal.  Lustre  vitreous.  Colorless  to  white.  Trans- 
parent to  snbtransparent.  Optic-axial  plane  and  one  bi- 
sectrix normal  to  i-i  ;  and  inclined  10°  — 15°  to  a  normal  to 
and  23°  15'  — 1S°  15'  to  a  normal  to  the  front  eds^e  of  the 
pyramid. 


132 


Comp.— 3  (Ca.  Xa)  F  +  AP  F^+2  fl,  with  Ca  :  Xa  =  3  :  2=Fluorlne  51-12.  aluminum  12-29, 
calcium  16-14.  sodium  12-38,  water  8-07  =  100.  Analyses:  1,  Knop  (1.  c);  2,  G.  Hagemann  (Am. 
J.  feci.,  II.  xh.  119) : 


F 
50-79 


Al 

1314 
10-37 


Ca 
17-25 
17-44 


Na 
12-16 
12-04 


H 


9-H0  =  102-04  Knop. 
51-15  10-37  17-44  12-04  8-63  =  99-63  Hagemann. 

Pyr,,  etc. — In  the  closed  tube,  heated  gently,  yields  water  which  is  neutral;  at  a  higher  lieat, 
that  which  is  acid.  Heated  rapidly  it  is  decomposed  with  crackling,  and  the  formation  of  a  white 
cloud  which  condenses  on  the  walls  of  the  tube.  Decomposed  by  sulphuric  acid,  giving  out 
fluohrdric  acid. 

Ob3. — lucrusts  the  cryolite  of  Greenland,  being  a  result  of  its  alteration.  The  pyramidal  planes 
sometimes  have  a  stair-like  appearance,  from  interrupted  combination. 


169.  THOMSENOLITE. 


Dimetric  Pachnolite  G.  ffageraann,  Am.  J.  Sci.,  11.  xlii.  93,  1866. 

Thomsenolite  Dana. 
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Monoclinic.  IaI  about  89°  ;  OaI  approx.  92°  and  88°  ; 
0  A  1=121°  — 121°,  Dana.  Prisms  slender,  a  little  tapering  ;  / 
horizontally  striated.  Cleavage :  basal  very  perfect.  Also 
massive,  opal,  or  chalcedony-like. 

H.  =  2*5— 1.  G.=:2-T1— 2*76,  of  crystals.  Lustre  vitreous, 
of  a  cleavage-face  a  little  pearly,  of  massive  waxy.  Color 
white,  or  with  a  reddish  tinge.    Transparent  to  translucent. 

Oomp.— 2  (Ca,  N"a)  P  +  AP  ¥^+2  3,  with  Ca  1^1=7  :  3=Fluorine  52-2,  alumi- 
num 15-0,  calcium  15-4,  sodium  7*6,  water  9-8=  100.    Analysis  :  Hagemann  (1.  c.) : 

F  Al  Ca  I^a        H  Si 

Crystals       50-08       14-27       14-51       7-15       9-70  2-0=97-71 

j  The  compact  afforded  Dr.  Hagemann  a  similar  result. 

Pyr.  etc.— Fuses  more  easily  than  cryolite  to  a  clear  glass.  The  massive  decrepitates  remark- 
ably ill  the  flame  of  a  candle.    In  powder  easily  decomposed  by  sulphuric  acid. 

Obs.— Found  with  pachnoUte  on  the  cryolite  of  Greenland,  and  a  result  of  the  alteration  of  cry- 
oUte. 

The  crystals  often  have  an  ochre-colored  coating,  especially  the  terminal  portion  ;  and  on  this 
acoount,  and  the  striated  tapering  sides,  the  measurements  are  only  approximations.  '  The  mineral 
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was  first  noticed  by  Dr.  Julius  Thomsen  of  Copenhngen,  the  originator  of  the  cryolite  industry, 
after  whom  it  is  liere  named.  It  difters  strikingly  from  paclmoUte  in  its  pearly  basal  cleavage  and 
its  nearly  square  prisms  ;  and  from  cryolite  in  tli^  horizontal  stri;B  of  the  same  and  the  facility  of 
cleavage.  The  compact  variety,  first  observed  by  Dr.  Hagemann  (to  whom  the  author  is  indebted 
for  his  acquaintance  with  it),  has  much  of  the  aspect  of  chalcedony ;  it  incrusts  cryolite  or  occu- 
pies seams  or  cavities  in  it.  and  is  covered  by  the  chalky  gearksutite ;  the  incrustations  are  some- 
times half  an  inch  or  more  thick. 

169A,  IIagemannite.  Hagemannite  Shepard,  Am.  J.  Sci.,  II.  xhi.  '246,  186'\  Closely  resem- 
bles in  aspect  and  condition  the  compact  thoaisenolite,  but  passes  sometimes  into  a  yellow,  opaque, 
jaspery  variet}'.  It  incrusts  the  cryolite,  and  also  constitutes  seams  ^  to  ^  in.  thick.  It  sometimes 
traverses  a  drusy  ferruginous  pachnolite.  It  is  ochre-yellow  to  wax-yeUow  in  color,  rarely  faint 
greenifdi,  dull,  or  with  only  a  famtly  glimmering  lustre,  and  looks  hke  an  iron  flint,  or  the  yellow 
chloropai  of  Alar,  Bavaria.    H.  =  3  — 3-j.    G.  =  2-ovt  — 2'GO.    Adheres  but  feel )ly  to  the  tongue. 

IIag;emaun  obtained  in  an  analysis  F  40-30,  Al  12-06,  Fe  5*96,  Mg  2*30,  Ca  ll'lS,  Xa  8*45,  Si 
1*T9,  li  10*44.    Decrepitates  surprisingly  in  the  flame  of  a  candle. 

The  analysis  corresponds  to  the  atomic  ratio  for  F,  Si,  (Al,  Fei,  (Mg.  Ca,  Na),  4:1:1:2.  Tak- 
ing 2  F  for  the  Si.  to  make  Si  F-,  it  leaves  only  2  F  for  the  bases.  Xo  probable  formula  can  be 
deduced.    Excluding  the  Si,  Mg,  Fe.  the  composition  is  that  of  thomsenolite. 

170.  GEARKSUTITE. 

Earthy,  kaolin-like  in  aspect. 

£[.  =  2.    Lustre  dull.    Color  white,  opaque. 

Oomp. — Ca-  F+  Al^  F'^+4  II.  or  essentially  like  that  of  arksutite,  excepting  the  water  and  the 
presence  of  but  little  soda.    Analj'sis :  Gr.  Hagemann  (private  contrib.) : 

F  41-18       Al  1.V52       Ca  19-25       Na  2-46       H  20'22. 

Obs. — Occurs  with  the  Greenland  cryolite,  and  is  one  of  the  results  of  its  alteration.  The  author 
is  indebted  for  his  knowledge  of  the  mineral  to  Dr.  Hagemann.  The  underlying  material  is  com- 
pact thomsenolite.  At  the  request  of  Dr.  Hagemann,  it  is  named  by  the  author  from  y],  earik^  and 
arksutite,  alluding  to  its  earthy  aspect. 

171.  PROSOPITE.    Prosopit  Scheerer,  Fogg.,  xc.  315,  1853,  xcii.,  612,  ci.  361. 

134  Monoclinic.  I A  7=115°  14';  i-^  A  i-^=7Q°  1 5^  -2  A-2  =  18.S^ 

30',  2-L\  2-1=116°  30',2-3  A  2-3=120°  56'.  Only  in  imbedded 
crystals. 

H.=l:-5.     G.=2'890-2-898.     Lustre  weak.  Colorless, 
white,  or  grayish. 

Comp. — Analysis  by  Scheerer  (Fogg.,  ci.  361,  385)  : 

Si  F^     Al      Ym     Mg     Ca       K  H 
Altenberg       10-71    42-68    0-31    0-25    22-98    0-15    15-50  =  92-58. 

The  loss  of  '7-42  p.  c.  is  regarded  by  Scheerer  as  proving  that  5-50  p.  c.  of  the 
Altenbero-      oxygen  is  replaced  by  fluorine ;  the  mineral  is  thence  regarded  by  him  as  consist- 
ing of  t  Si  F-,  6  Al,  1  Ca,  5  Ca  F,  1 2  H,  or,  differently  arranged,  ^  tei  F",  1  Al  F^ 
5A1,  2CaF,  4Ca,  12  II. 

Pyr.,  etc. — In  the  glass  tube  affords  water  and  fluorid  of  silicon.  Decomposable  by  sulphuric 
acid. 

Obs. — Occurs  at  the  tin  mines  of  Altenberg,  in  crystals,  part  of  which  are  a  kind  of  kaolin,  and 
others,  according  to  observations  by  Gr.  J.  Brush  (Am.  J.  Sci.,  II.  xxv.  411),  cleavable  violet  fluor, 
and  others  still  fluor  partly  kaolinized. 

Also  found  at  the  >chlackenwald  tin  mines ;  but  Scheerer  infers,  without  an  analysis,  that  the 
crystals  from  this  place  (Fogg.,  xcii.  612)  are  a  phosphate  with  nuorid,  and  he  gives  the  hypothet. 
ical  formula  ( P,  R  F )  Al  F^  +  yll. 

The  crystals  are  closely  hke  datolite  in  form,  as  shown  by  the  author  in  the  last  edition  of  this 
work  (p.  502).    Descloizeaux  has  stated  that  optically  they  are  triclinic. 

It  is  yet  doubtful  whether  unaltered  prosopite  lias  been  described  or  seen. 

Named  from  -juajjrcio.  ,  a  mask,  in  allusion  to  the  deceptive  character  of  the  mineral 
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V,  OXYGEN  COMPOUNDS. 

The  grand  divisions  of  Oxygen  Compounds  among  minerals  are  men- 
tioned on  page  1. 

I.  OXYDS. 

General  Arrangement. 

1.  OxYDS  OF  Elements  of  Series  I. 

a.  Anliydrous. 
h.  Hydrous. 

2.  OxYDS  OF  Elements  of  the  Arsexic  and  Sulphur  Groups,  Series  II. 

3.  OxYDS  OF  Elements  of  the  Carbon-Silicon  Group,  Series  II. 

1.    OXYDS  OF  ELEMENTS  OF  SEEIES  I. 
A.  ANHYDROUS  OXYDS. 

The  elements  of  Series  1.  whose  oxyds  are  here  included  are  those  of  the 
iron  and  tin  groups,  none  of  the  gold  group  occurring  native.  The  oxyds 
have,  with  few  exceptions,  the  general  formulas  R  O,  R  0,  R'*  O^,  R  0-f-R' 
O',  andR0\ 

Isometric  forms  occur  under  the  formulas  R  O  ;  R  O  ;  R  O  4-  R'^  O'. 
Hexagonal  "  "  RO;  W  0\ 

Tetragonal  "  "  RO';  2R0-fR0l 

Orthorhombic  "  "  R  0 ;  R  0-f  R' O^ ;  R  0'. 

The  following  are  the  groups  of  Anhydrous  Oxyds : 

1.  PROTOXTDS— R  0.  E  0. 
1.  CUPRITE  AND  PERJCaSITE  GROUPS.— Isometric. 

172.  Cuprite  '  ^'u  174.  Bunsenite  ti\ 

173.  Periclasito  Mg 
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2.  ZINCITE  GROUP.— HexagonaL 

175.  Water  £[  IT 6.  ZmciTE  Zn 

3.  MASSICOT  GROUP.— Isometric  and  orthorhombic. 

177.  Massicot  i»b  178.  Melaconite  Cu 

2.  SESQUIOXYDS— R2  01 

1.  CORUNDUM  GROUP.— Hexagonal. 

179.  Corundum         2^1  181.  Menaccanite      (Fe,  Tif  0^  or  (Fe,  Ti)' 0' + 

180.  Hematite  182.  Perofskitb        (Ca,  Ti)^  0^ 

3.  COMPOUNDS  OF  PROTOXYDS  AND  SESQUIOXYDS— In  the  ratio  1  :  1,  or  R  O  +  R'^  0^. 

1.  SPINEL  GROUP.— Isometric. 

183.  Spinel  Mg  (3cl,  Fe)  187.  Magnesioferrite  Mg 

184.  Hergynite  Fe  ^1  188.  Franklinite       (2n,  Fe,  Mn)  (3Pe,  Mn) 

185.  Gahnite  (Zn,  Fe,  Mg)  (Xl,  Pe)  189.  Chromite  (Fe,  Mg,  Cr)  (il,  ^e,  €r) 

186.  Magnetite  Fe  Fe  190.  Uraninitb  ?U^ 

2.  CHRYSOBERYL  GROUP.- Orthorhombic. 

191.  Chrysoberyl  Be^^l 

4.  DEUTOXYDS— R  0^ 

1.  RUTILE  GROUP.— Tetragonal 

192.  Cassiterite        Sn  195.  Hausmannite      Mn^,  Mn 

193.  RuTiLE  Ti  196.  Braunite  2Mn'Mu  +  MnSi 

194.  OCTAHEDRITE         Ti  197.  ?  MiNIUM  tb^  Pb 

2.  BROOKITE  GROUP.— Orthorliombic. 

198.  Brookite  Ti  199.  Pyeolusite  Mn 

5.  COMPOUNDS  OF  PROTOXYDS  AND  SESQUIOXYDS— In  the  ratio  3 :  n,  or  3  RO  +  n  R'O^ 

200.  Crednerite  (Monoclinic)  Cu^  Mn'^ 

Appendix.  201.  Plattnesite. 

Some  points  in  the  above  table  require  explanation.  Admitting  the  principle  stated  on  page 
33,  that  in  oxyds  crystallizing  in  the  hexagonal  system  the  number  of  atoms  of  the  negative  element, 
oxygen,  is  3,  or  a  multiple  of  3  ;  and  that  in  those  crystallizing  in  the  tetragonal  system  this 
number  is  2  or  4,  or  a  multiple  of  4 ;  and  that  the  sesquioxyds  Fe^  0',  AP  0^  are  hexagonal  species 
in  accordance  with  this  principle,  and  the  deutoxyds  Ti  0"^,  Sn  0^  are  tetragonal  in  exemplification 
of  it,*  we  have  reasons  for  the  following  conclusions.  In  the  Zincite  group,  since  water  (ice)  and 
zincite  are  hexagonal,  these  species,  lohen  thus  crystallized  (whatever  be  true  in  other  states),  may 
have  the  formulas  H^  0^,  and  Zn^  0^  In  the  Massicot  group,  since  the  two  species  mentioned 
occur  both  in  isometric  and  orthorhombic  forms;  and  since  the  orthorhombic  form  is  in  angle 

*  The  principle  does  not  require  that  when  the  number  of  atoms  of  oxygen  is  2  or  4,  or  a  multiple 
of  4,  that  the  forms  should  be  necessarily  tetragonal,  but  recognizes  that  tetragonal  "forms  are  theu 
possible.    The  oxyd  Ti  O'^  crystallizes  not  only  in  tetragonal  forms,  but  also  in  orthorhombic. 
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closely  like  that  of  orthorhombic  Ti  0^  (brookite),  the  angles  /A /and  lA  4-  being  99°  39',  126'  29' 
in  cuprite,  and  99""  50,  126°  15'  in  brookite,  it  would  seem  to  be  true  that  while  the  isometric  kinds 
Jiave  the  formulas  Pb  0  aud  Cu  0,  as  ordinarily  written,  the  orthorhombic  have  the  formulas  Pb'-  0'' 
and  Cu'^  0"  (or  €u  0");  and  that  the  latter  ought  to  be  arranged  with  the  deutoxyds,  in  the  same 
group  with  brookite,  which  also  has  2  of  oxygen.  (This  arrangement  would  have  been  adopted 
above,  if  distinct  orthorhombic  forms  of  the  species  had  been  observed  in  nature.) 

Again,  under  the  Rutile  group  are  arranged  the  species  hausmannite  and  braunite,  ores  of  man- 
ganese. The  formula  of  hautmanniie  is  commonly  written  Mn  Mn,  making  it  analogous  to 
species  of  the  Spinel  group.  But  it  accords  better  with  its  tetragonal  crystallization  and  its  rela- 
tions to  Ti  0^,  to  write  it  Mn'^  Mn.  Braunite  has  been  shown  by  Rammelsberg  to  have  a  compo- 
sition that  may  be  represented  by  the  formula  (Mn  Si)^  0^,  in  which  Mn  and  Si  appear  as  replacing 
one  another.  The  constituents,  as  deduced  by  analysts,  are  ^  Mn  +  Mn  +  Si,  which  incluue  S  of 
Mn  and  Si  to  12  of  oxygen,  in  accordance  with  the  ab©ve  formula.  But  braunite  has  ciOsely  the 
crystallization  of  Ti  0'-  in  rutile  ;  and  this  relation  is  brought  out  in  the  formula  2  Mn-  Mn-f  Mn 
Si,  above  given,  which  represents  it  as  corresponding  to  2  of  hausmannite  and  2  of  a  silicate  analo- 
gous to  zircon,  with  which  silicate  also  it  is  isomorphous.  The  close  relation  and  isomorphism  of 
Mn  and  Si  assumed  in  the  formula  (Mn,  Sij^  0^  is  unsustained  by  facts. 


1.  PEOTOXYDS. 

172.  CUPRITE.  Aes  caldarium  rubro-fuscum.  Germ.  Lebererzkupfer,  Agric,  Foss.,  834.  In- 
terpr.,  462,  1546.  Minera  cupri  calciformis  pura  et  indurata,  colore  rubro,  vulgo  Kupferglas, 
Kupfer  Lebererz.,  Cronst,  Min.,  173,  1758.  Cuprum  tessulatum  nudum  Linn.,  Syst.,  172,  tab. 
viii.,  1756;  Cuprum  cryst.  octaedrum  ib.,  1768.  Octahedral  Copper  Ore,  Red  Glassy  Copper 
Ore,  Hill,  Foss.,  1771.  Mine  rouge  de  cuivre  Sage,  Min.,  1772.  Mine  de  cuivre  vitreuse  rouge 
ZisZe,  Crist.,  1772, 1783.  Rothkupfererz.  Cuivre  oxidule.  Oxydulated  copper.  Zigueline 
B-Md.,  Tr.,  ii.  713,  1832.  Ruberite  Chapm.,  Pract.  Min.,  63,  1843.  Cuprit  Haid.,  Handb ,  548, 
1845. 

Ziegelerz=:  Tile  Ore  ;  Kupferlebererz ;  Hepatinerz. 

Haarforpjiges  Rothkupfererz ;  Cuivre  oxidule  capillaire,  K  ;  Kupferbliithe  Raicsm. ;  Capillary 
Red  Oxyd  of  Copper.    Chalkotrichit  Glocl:,  Grundr.,  369,  1839. 

Isometric.  Observed  planes,  0, 1,  ^,  i-2  (e'), 
^-5,  2^(a'0,  3,  2-2  (a^,  3-|  (o).  Figs.  1  to  8,  and 
f.  135.  Cleavage :  octaliedral.  Sometimes 
cubes  lengthened  into  capillary  forms.  Also 
massive,  granular ;  sometimes  earthv. 

H.  =  3-5— 4.  G.  =  5-S5  — 6-15  ;  5-9y2,  Haid- 
inger.  Lustre  adamantine  or  submetallic  to 
earthy.  Color  red,  of  various  shades,  particu- 
larly cochineal-red  ;  occasionally  crimson-red 
bv  Transmitted  light.  Streak  several  shades 
of  brownish-red,  shining.  Subtransparent — 
subtranslucent.  Fracture  conchoidal,  uneven. 
Brittle. 


Comp.,  Var. — Oxyd  of  copper,  ^u=Oxygen  11-2,  copper  88*8  =  100.  Sometimes  affords  traces 
of  selenium. 

Var.  1.  Ordinary  (a)  Crystallized  ;  commonly  in  octahedrons,  dodecahedrons,  cubes,  and  inter- 
mediate forms  ;  the  crystals  often  with  a  crust  of  malachite ;  (b)  massive. 

2.  Capillary ;  Chalcotrichiie.  In  capillary  or  acicular  crystallizations,  supposed  formerly  to  bo 
orthorhombic.  but,  according  to  Brooke  and  A.  Knop,  really  cubes  elongated  in  the  direction  of  the 
octahedral  axis  (Knop,  Jahrb.  Min.,  521,  1861). 
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3.  EartTiy;  Tile  Ore  (Ziegelerz  Germ.).  Brick -red  or  reddisli-troTvm  and  earthy,  often  mixed 
witli  red  oxyd  of  iron ;  sometimes  nearly  black 

The  hepaiinerz^  or  liver-ore,  of  Breithaupt  has  a  Hver-brown  color.  Von  Bibra  found  (J.  pr.  Ch., 
xcvi.  203)  the  tile-ore  of  Algodon  bay,  Bolivia,  to  contain  chlorine,  and  to  be  a  mixture  of  ataca- 
mite,  cuprite,  hematite,  and  other  earthy  material;  he  obtained  for  one,  atacamite  3r32,  cuprite 
1()'85,  sesquioxyd  of  iron  20*50,  gangue  34'42,  water,  antimony,  and  loss  2'S7.  In  two  others, 
atacamite  28  4o,  33-25,  cuprite  12'77,  13-02,  limonite  25-uO,  19-07,  gangue  30-81,  32*57,  water,  an- 
timony and  loss  3*02,  2-09. 

Pyr.,  etc. — Unaltered  in  the  closed  tube.  B.B.  in  the  forceps  fuses  and  colors  the  flame  eme- 
rald-green ;  if  previously  moistened  with  muriatic  acid,  the  color  imparted  to  the  flame  is  momen- 
tarily azure-blue  from  chloi'id  of  copper.  On  charcoal  first  blackens,  then  fuses,  and  is  reduced  to 
metallic  copper.  With  the  fluxes  gives  reactions  for  oxyd  of  copper.  Soluble  in  concentrated 
muriatic  acid. 

Obs. — Occurs  at  Camsdorf  and  Saalfield  in  Thuringia,  at  Les  Capanne  Yecchie  in  Tuscany;  on 
Elba,  in  cubes ;  in  Cornwall,  in  fine  translucent  crystals  with  native  copper  and  quartz,  at  Wheal 
Gorland  and  other  Cornish  mines  ;  in  Devonshire  near  Tavistock  ;  in  isolated  crystals,  sometimes 
an  inch  in  diameter,  in  litliomarge,  at  Cliessy,  near  Lyons,  which  are  generally  coated  with  mala- 
chite ;  at  Katherinenberg  in  Siberia ;  in  South  Australia ;  also  abundant  in  Chili,  Peru,  Bolivia, 
the  crystals  in  which  regions,  as  far  as  examined  by  D.  Forbes,  are  simple  cubes  (private  commu- 
nication) ;  very  fine  crystals  from  AndacoUo  near  Coquimbo. 

It  has  been  observed  at  Schuyler's,  Somerville,  and  Flemington  copper  mines,  N.  J.,  crystallized 
and  massive,  associated  with  chrysocoUa  and  native  copper ;  also  near  New  Brunswick,  N,  J.,  in 
red  shale ;  2  m.  from  Ladenton,  Rockland  Co.,  N.  Y.,  with  green  malachite  in  trap ;  at  Cornwall, 
Lebanon  Co.,  Pa. ;  in  the  Lake  Superior  region. 

When  found  in  large  quantities  this  species  is  valuable  as  an  ore  of  copper. 

Named  cuprite  by  Haidinger  from  the  Latin  cupritrn,  copper.  Chapman's  name  ruberiie  (from  the 
Latin  ruber,  red)  is  prior  in  date  (1.  c.) ;  but  the  laws  of  deprivation  would  change  it  to  rubrite ;  and 
mstead  of  introducing  this  altered  name,  that  next  in  priority,  already  long  used,  is  here  adopted. 

Alt. — A  deoxydation  of  this  oxyd  of  copper  sometimes  takes  place,  producing  native  copper. 
It  also  becomes  carbonated  and  green,  by  means  of  carbonated  waters,  changing  to  malachite  or 
azurite  ;  or  through  a  silicate  in  solution  it  is  changed  to  chrysocolla ;  or  by  taking  oxygen  it  be- 
comes melaconite.    Limonite  occurs  as  a  pseudomorph  by  substitution  after  cuprite. 

173.  PERICLASITE.    Periclasia  ScaccM,  Mem.  Min.,  Naples,  1841.    Periklas  Germ. 

Isometric.    Figs.  1,  2.    Cleavage :  cubic,  perfect.    Also  in  grains. 
H.=  nearly  6.    G.     3*674,  Dam  our.    Color  grayish  to  dark-green. 
Transparent  to  translucent. 

Comp. — Mg;  or  magnesia,  with  1  part  in  25  of  protoxyd  of  iron.  Analyses  :  1,  Scacchi  (1.  c); 
2,  3,  Damour  (Ann.  d.  M.,  IV.  iii  360,  and  Bull.  Soc.  G.  Fr.,  1819,  31'3) : 

1.  Mg  89-04  Fe  8-56=97-60  Scacchi. 

2.  93-86  5*97=99-83  Damour. 

3.  93*38  6*01  =  99-39  Damour. 

Pyr.,  etc. — B.B.  unaltered  and  infusible.  With  cobalt  solution  after  long  blowing  assumes  a 
faint  flesh-red  color.  The  pulverized  mineral  shows  an  alkaline  reaction  when  moistened,  and 
dissolves  in  mineral  acids  without  effervescence. 

Obs. — Occurs  disseminated  through  ejected  masses  of  a  wliite  limestone,  and  in  spots  of  small 
clu=!tered  crystals,  on  Mt.  Somma,  sometimes  with  forsterite  and  earthy  magnesite. 

Named  from  ttsoi,  about,  and  ^-Aao-tc,  cleavage. 

Artif. — Formed  in  crystals  of  a  cubo-octahedral  form  by  making  lime  to  act  at  a  high  tempera- 
ture on  borate  of  magnesia  (Ebelmen) ;  by  the  action  of  chorhydric  gas  on  magnesia  (Deville) ;  by 
the  action  of  chlorid  of  magnesium  on  lime  (Daubree). 

174.  BUNSENITE.    Nickeloxydul  C.  Bergemann,  J.  pr.  Ch.,  bcxv.  243,  1858.    Protoxyd  of 

Nickel.    Bunsenite  Dana. 

Isometric.    In  octahedrons,  sometimes  having  truncated  edges. 
II.  =  5'5.    G.:=:6*398.    Lustre  vitreous.    Color  pistachio-green.  Streak 
brownish-black.    Translucent.    [Characters  of  minute  crystals  half  a  line 
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ill  diameter.]  Artificial  crystals  observed  in  slags  have  a  metallic  lustre, 
and  hrownisli-biack  color. 

Comp. — Xi,  or  pure  protoxyd  of  nickel. 

Obs. — Occurs  in  cavities  with  other  nickel  ores,  and  ores  of  uranium,  at  Johanngeorgenstadt 
(C'.  Bergeniann,  J.  pr.  Ch..  Ixxv.  239). 
ifamed  after  Prof.  Bunstn,  who  observed  long  since  artificial  crystals  of  this  oxjd  of  uickeL 


175,  WATER 


Hexagonal.  Usual  in  compound  stellate  forms, 
one  form  of  which  is'shown  in  f.  136. 

G.  =  0-918,  Brunner  ;  0-9178  at  32°  F.,  L.  Dufour. 
Colorless.  Inodorous.  Tasteless.  Liquid  above 
32°  F.,  and  boils  at  212°  F.  A  cubic  inch  of  pure 
water  at  60°  F.,  and  30  inches  of  the  barometer, 
weighs  252"158  grains. 

Comp.— HO=Oxygen  88-89,  hydrogen  11-11  =  100. 

Obs. — The  density  of  water  is  greatest  at  39''1  F.,  according  to 
Joule  and  Playfair.  Despretz  obtained  39'"-n6;  Hallstr5m  39  -38 ; 
Blagden  and  Gilpin  39' ;  Hope  39' -5  ;  Muucke  38^  804.  Below  this 
temperature  it  expands  as  it  approaches  32",  owing  to  incipient  crystallization. 

Water  as  it  occurs  in  nature  is  seldom  pure.  It  ordinarily  contains  some  atmospheric  air,  often 
pure  oxj'gen  and  carbonic  acid,  besides  various  saline  ingredieuts,  as  salts  of  magnesia,  lime, 
iron,  soda,  potash,  and  sometimes  traces  of  zinc,  arsenic,  lead,  copper,  antimony,  and  evee  tin, 
these  ingredieuts  being  derived  from  the  rocks  or  soil  of  the  region.  For  citation  of  numerous 
recent  analyses  of  waters,  see  Keuugott's  Uebersicht.  1814-1862  ;  also  the  Jahresbcriclit  f  Ch.,  etc. 

Obs. — See  on  the  Crystallization  of  Ice,  Leydolt.  Ber.  Ak.  Wien..  vii.  47  7.  Also  A.  E.  Nordeu- 
skiold,  who  states  that  it  is  dimorphous  ;  one  form  probably  orthcrhomhic  (J.  pr.  Ch.,  Ixxxv.  431  j. 


176.  ZINOITE.  Red  Oxyd  of  Zinc  A.  Bruce,  Bruce's  Mm.  J.,  i.,  Xo.  2,  96,  1810.  Zinkoxyd, 
Kothzinkerz.  Germ.  Zinc  oxvde  i^.  Red  Zinc  Ore.  Zinkit  Haid.^  Handb.,  548,  1845.  Spar- 
talite  B.  &  J/.,  218,  1852.    Sterlingite  F.  Alger,  Min.,  565.  1844. 

Hexagonal.  0  A  1  =  118°  7' ;  a=l'Q20S.  In  quartzoids  Avith  truncated 
sunnnits,  and  prismatic  faces  /,  1  A  1  =  127°  40'  (to  13'),  Eose ;  I A  1  = 
151°  53';  152°  20',  Levy.  Cleavage:  basal,  eminent;  prismatic,  some- 
times distinct.  Usual  in  foliated  grains  or  coarse  particles  and  masses  ;  also 
granular. 

H.  =1—1-5.  G.  =  5"13  — 5*7.  o'GSl,  orange-yellow  crystals,  W.  P. 
Blake.  Lustre  subadamantine.  Streak  orange-yellow.  Color  deep  red, 
also  orange-yellow.  Translucent — subtranslucent.  Fracture  subconclioi- 
dal.  Brittle. 

Comp. — 2n— Oxygen  19*74,  zinc  80-26  =  1^0  ;  containing  oxyd  of  manganese  as  an  unessential 
ingredient.  Analyses:  1,  Bruce  (1.  c);  2,  Berthier  (Ann.  d.  M..  iv.  483);  3,  4,  Whitney  (Pogg., 
btxl  I69j ;  5,  A.  A.  Hayes  (Am.  J.  Sci.,  xlvui.  261);  6,  W.  P.  Blake  (Mining  Mag.,  11.  ii.  94,  1860): 


1.  Bed 

2.  " 

3.  » 

4.  " 

5.  " 

6.  Yelloio 


92 
88 

94-45 
96-19 
93-48 
99-47 


5-50 


12 


Sfn 


tr. 
8-70 


0-68 


=  100  Bruce. 
 =100  Berthier. 

 ,  Frankl.  4-40,  ign.  1-09  =  100-03  Whit 

 ,  undtc.  0-10  =  99-99  Whitney. 

0-36.  scales  Fe  0-44=99-78  Hayes. 
 ,  ign.  0-23  =  100-38  Blake. 
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Thin  scales  magnified  and  viewed  by  transmitted  light  arc  deep  yellow.  The  author  finds  by 
means  of  a  high  magnifying  power  that  this  ore  is  free  from  foreign  scales  of  red  oxyd  of  irou  oi 
other  substances ;  and  consequently  the  color  is  probably  due,  as  held  by  G.  Rose  and  J.  D. 
"Whitney,  to  the  presence  of  Mn.  The  crystals  analyzed  by  Blake  (anal.  G),  which  contain  less 
than  1  p.  c.  of  Mn,  were  orange-yellow  in  color. 

Pyr.,  etc. — Heated  in  the  closed  tube  blackens,  but  on  coohng  resumes  the  origiual  color, 
B.B,  infusible ;  with  the  fluxes,  on  the  platinum  wire,  gives  reactions  for  manganese,  and  on  char- 
coal in  R.F.  gives  a  coating  of  oxyd  of  zinc,  yellow  while  hot,  and  white  on  cooling.  The  coating, 
moistened  with  cobalt  solution  and  treated  in  R.F.,  assumes  a  green  color.  Soluble  in  acids 
without  effervescence.  On  exposure  to  the  air  it  suffers  a  partial  decomposition  at  the  surface, 
and  becomes  invested  with  a  white  coating,  which  is  carbonate  of  zinc. 

Obs. — Occurs  with  Franklinite  and  also  with  calcite  at  Stirling  Hill  and  Mine  Hill,  Sussex  Co., 
N.  J.,  sometimes  in  lamellar  masses  in  pink  calcite.  It  was  first  noticed,  described,  and  analyzed, 
by  Dr.  Bruce.    Reported  as  forming  pseudomorphs  after  blende  at  Schneeberg. 

An  oxvd  of  zinc,  mixed  with  hydrate  of  iron,  occurs  on  marmatite  at  Bottino  in  Tuscany,  which 
afforded  C.  Bechi  (Am.  J.  Sci.,  II.  xiv.  62)  Zii  HI -725,  Fe  47-450,  H  20-825. 

Artif. — Mitscherlich  has  observed  minute  six-sided  prisms  in  the  iron  furnaces  of  Konigshiitte, 
in  Silesia.  Similar  crystals  have  been  met  with  in  the  zinc  furnaces  near  Siegeu;  also  in  the 
furnaces  and  roast-heaps  at  the  Xew  Jersey  zinc  mines ;  surface  drusy,  color  white  to  amber- 
yellow  (Am.  J.  Sci.,  II.  xiii.  417);  in  hexagonal  prisms  in  the  zinc  furnaces  at  Bethlehem,  Pa., 
and  Xewark,  N.  J. ;  by  L.  Stadtmuller  at  the  iron  furnace  of  Yan  DeusenviUe,  Mass. ;  also  at 
other  furnaces  in  Europe  and  America. 

177.  MASSICOT.    Bleiglatte.    Lead-ochro.    Plumbic  Ochre.    Oxyd  of  Lead.    Plomb  oxide. 

Massicot  Huot,  Min.,  346,  1841. 

Ortliorliombic  and  isometric  (artif.).  Massive ;  structure  scaly  crystalline, 
or  earthy. 

H.  =  2.  G.  =  8-0;  T-S3-7-98,  from  Mexico,  Pugli;  9-2— 9*36  when 
pure.  Lustre  dull.  Color  between  sulphur  and  orpiment-yellow,  some- 
times reddish.    Streak  lighter  than  the  color.    Opaque.    Does  not  soil. 

Oomp. — i*b  =  Oxygen  7-17,  lead  92-83  =  100;  more  or  less  impure.  Analyses:  1,  John  (Schw. 
J,,  iv.  219,  xxxii.  106j ;  2,  3,  Pugh  (Ann.  Ch.  Pharm..  c,  128): 

Si 

2 -40 =95 -8 2  John. 
tr.,  S  and  loss  (f]4  Pugh. 
0-14,       "       1-23  Pugh. 

The  specimens  analyzed  by  Pugh  were  from  the  mine  of  Guillermo,  near  Perote,  in  the  district 
of  Vera  Cruz,  where  native  lead  also  is  reported  to  occur  in  galena. 

Pyr.,  etc. — B.B.  fusen  readily  to  a  yellow  glass,  and  on  charcoal  is  easily  reduced  to  metallic 
lead. 

Obs. — It  is  said  to  occur  at  Badenweiler  in  Baden,  in  quartz.  G-erolt  states  that  it  has  been 
ejected  from  the  volcanoes  of  Popocatapetl  and  JztaccituaU,  in  Mexico.  It  is  found  in  many 
places  in  the  provinces  of  Chihuahua  and  Cohahuila  in  considerable  quantities,  having  been  col- 
lected along  the  streams  between  Ceralvo  and  Monterey,  being  supposed  to  come  from  the  range 
of  mountains  running  nearly  north  of  Monterey.  The  specimens  (often  2  or  more  cubic  inches  in 
size)  are  between  orpiment  and  sulphur-yellow  in  color,  and  glisten  like  a  granular  mica  of  a 
nearly  golden  color.  The  natural  surface  is  slightly  crystalline  and  shining,  and  when  broken  it 
shows  a  scaly  texture  (Bailey  in  Am.  J.  Sci.,  II.  viii.  420). 

Occurs  also  at  Austins  mines,  Wj-the  Co.,  Ya. 

Artif. — Artificial  crystals  have  been  obtained  among  furnace  products  and  by  direct  chemical 
methods,  as  well  as  from  fusion,  which  were  orthorhombic  (rhombic  octahedrons,  etc.);  and 
ethers  that  were  isometric  (cubes,  dodecahedrons,  etc.). 

178.  MELACONITE.    Kupferschwarze  Wern.,  Bergm.  J.,  1789.    Black  Oxyd  of  Copper; 
Black  Copper.    Melaconite  Huoi,  Min.,  326,  1841.   Tenorite  Semmola,  Opere  Miuori,  45,  Napoli, 

1841,  Bull.  G.  Fr.,  xiii.  206,  1841-42.    Melaconisa  A.  Scacchi,  Distrib.  Sist.  ]\Iin.,  40,  Napoli, 

1842.  Melaconite  Dana,  Min.,  518,  1850. 
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Isometric  and  ortliorliombic  (artif.).  Earthy;  massive;  pulvernlent ; 
also  in  shining  flexible  scales.  Earelj  in  cubes  with  truncated  angles 
(pseudomorphous  ?). 

H.  =  3.  G.  =  6'25,  massive,  Whitney  ;  5-952,  ib.,  Joj.  Lustre  metallic, 
and  color  steel  or  iron-gray  when  in  thin  scales  ;  dull  and  earthy,  with  a 
black  or  grayish-black  color,  and  ordinarily  soiliug  the  fingers  when  massive 
or  pulverulent. 

Var.— 1.  Earthv-black,  sometimes  under  the  forms  of  crystals.  2.  In  scales,  with  a  metallic 
lustre. 

Oomp.— Cu  0,  or-Gu  0-  (the  latter  for  the  orthorhombic)  =  Oxygen  20-15,  copper  19-85=:100. 
Analyses:  1,  2,  Joy  (Pogg.,  Ixxx.  287) ;  3,  id  (Ann.  Lyc.  N.  Y.,  viii.  121}  : 

Cu         Fe        Ca  Si 

1.  Copper  Harbor       99-4.5       =  99-45  Joy. 

2.  "         "  [95-2-]      1-19       0-23       3-38=100  Joy. 

3.  "         "  93-06       1-07       0-22       3-08  =  97-43  Joy. 

Pyr.,  etc. — B.B.  in  O.F.  infusible;  other  reactions  as  for  cuprite  (p.  134).  Soluble  in  muriatic 
and  nitric  acids. 

Obs. — Found  on  lava  at  Yesuvius  in  scales  from  a  twentieth  to  a  third  of  an  inch  across,  often 
hexagonal  and  sometimes  triangular  (,Seramola) ;  and  also  pulverulent  (Sacchi,  who  uses  the  name 
melaconise  for  the  mineral).  Common  in  the  earthy  form  about  copper  mines,  as  a  result  of  the 
decomposition  of  chalcopyrite  and  other  copper  ores.  Abundant  thus  at  the  Ducktown  mines 
in  Tennessee,  and  also  formerly  at  Copper  Harbor,  Keweenaw  Point,  L.  Superior.  At  the  latter 
place  a  vein  afforded,  some  years  since,  40,000  lbs.  of  this  ore.  Imbedded  in  its  mass  there  were 
numerous  perfect  crystals,  having  the  form  of  cubes  with  truncated  angles.  These  crystals  have 
been  regarded  as  pseudomorphs  alter  cuprite  by  Teschemacher,  Hayes,  and  others.  J.  D.  Whitney 
has  prououncecithem  (Rep.  L.  Sup.,  ii.  99)  original  crystals  of  the  species,  on  the  ground  that  the 
red  copper  now  in  the  vein  occurs  only  in  octaiiedrons. 

Artif. — Becquerel  obtained  tetrahedral  crystals  b}^  fusing  oxyd  of  copper  with  potash  (Ann.  Ch. 
Phys..  h.  102);  and  Jenzsch  has  described  (Fogg.,  cvii.  G47)  orthorhombic  crystals,  found  in  the 
hearth  of  a  calcining  furnace  at  Freiberg,  having^/  \ /=  99'  39'.  7  ^=126^  29  ,  /.\  l-i=122'  58', 
I A  1-1—113'  58',  approaching  the  angles  of  brookite,  and  showing  a  relation  of  this  0x3-d  of  copper 
lo  the  deutoxyds  ;  //./in  brookite  being  Vt9'  5t)',  and  /Ai=126"  15  . 

Marctjiite  Shepard  (Marcy's  Expl.  Ked  River,  135,  1854,  Shep.  Min.,  1857,  405)  is  an  uncertain 
mixture  from  the  Red  River,  near  the  Wachita  Mts.,  Arkansas.  Shepard  made  it  (1.  c. )  a  mixed 
hydrous  chlorid  and  oxyd  of  copper,  as  if  containing  atacaraite.  Specimens  juit  by  him  into  the 
hands  of  S.  "W.  Tyler  for  analysis  were  found  to  contain  (Am.  J  Sci.,  II.  xli.  Ill)  Q'-V-i-l  p.  c.  of 
copper  and  17-22  of  sulphur,  with  a  "  supposed  "  amount  of  oxygen  and  water  set  down  at  8  of 
oxygen  and  9  of  water,  whence  it  is  supposed  to  consist  of  oxj^d  of  copper  (Cu  0)  39-70,  sulphid 
of  copper  (Cu  S)  47-70,  with  9  of  water.  It  is  evidently  a  result  of  the  alteration  of  a  sulphid  of 
copper. 


2.  SESQUIOXYDS. 

179.  CORUNDUM.    Corindon  (  =  Sapphire.  Corundum,  and  Emery  united)  E.,  Gilb.  Ann.,  xx 
187,  1805,  Lucas  Tabl.,  i.  257,  180G. 

Ehombohedral.  ^  A  7^=86°  4',  6>  A  l(7?j  =  122^  26';  (122°  25',  Kok- 
gcharof);  <:^r=i-3()3.     Observed  planes :  rhoinl/uhedrons,  1{R)^  —2, 

-1 ;  pyramids,  f2  (f.  137,  139,  1-10,  and  plane  /'  in  f.  138),  ^^-2,  2-2,  |-2, 
i-2,4-2,  ^2,  8-2,  9-2;  scalenohedrons,  fl,  f,  ff,  ff) ;  also  7, 

'^-2,  ^--f ,  O. 
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Cleavage :  basal,  sometimes  perfect, 
but  interrupted,  commonly  imperfect 
.  >  x\   /  ,      in  tlie  blue  variety  ;  also  rliomboheclral. 

 \/      Large  crystals  usually  rough.    Twins  : 

composition-face    12.     Also  massive 
gramilar  or  impalpable  ;  often  in  layers  from  composition  parallel  to  7?. 

11. =9.  G.=:3'909— 4*16.  Lustre  vitreous;  sometimes  pearly  on  the 
basal  planes,  and  occasionally  exhibiting  a  bright  opalescent  star  of  six  rays 
in  the  direction  of  the  axis.  Color  blue,  red,  yellow,  brown,  gray,  and 
nearly  white  ;  streak  uncolored.  Transparent — translucent.  Fracture 
conchoidal — uneven.    Exceedingly  tougli  when  compact. 

Comp.,  Var, — Pure  alumina  Al=Oxygeu  46-6,  aluminum  58'4=100. 

There  are  three  subdivisions  of  the  species  prominently  recognized  in  the  arts,  and  until  early 
in  this  century  regarded  as  distinct  species;  but  which  actually  differ  only  in  purity  and  state  of 
crystallization  or  structure.  Haiiy  tirst  (in  1805)  formally  united  them  under  the  name  here  ac- 
cepted for  the  species,  though  the  fact  that  adamantine  spar  and  sapphire  were  alike  in  crystalhza- 
tiou  did  not  escape  the  early  crystailographer  Rome  de  Lisle,  aud  led  him  to  suggest  their  identity. 

Var.  1.  Sapphire. — 'Yaurr)\  (bluish  S.)  Gr.;  Hyacinthos  (id.)  xxxvii.  44;  Asteria  (the 
asteriated)  xxxvii.  49.  Jacut  A7ub.  [fr,  name  in  India,  and  thence  Hyacinthus  Vet  (?)  King]. 
"Ai'Ufja^  (red  S.,  the  Greek  meanmg  burning  coal)  pt.,  Theoplir.  Carbuiiculus,  Lychnis  (red  S.),  pt, 
Piin.^  xxxvii.  25,  29.  Saphir,  Sapphirus,  Tla//.,  Min.,  IIB;  Orieutalisk  Rubin,  id.,  117,  1747. 
Telesie  //.,  Tr.,  1801.    Corindon  hyalin  if.,lb05. 

Includes  the  purer  kinds  of  fine  colors,  transparent  to  translucent,  useful  as  gems.  Stones 
are  named  according  to  their  colors ;  true  Ruby^  or  Oriental  Ruby,  red ;  0.  Topas^  yellow ;  0. 
Emerald^  green ;  0.  Ametliyst,  purple.  '  A  variety  having  a  stellate  opalescence  when  viewed  in 
the  airection  of  the  vertical  axis  of  the  crystal,  is  the  Asteriated  Sapphire  {Asteria  of  Pliny).  The 
ruby  sapphire  was  probably  included  under  the  a^  tioa^  of  Theophrastus,  and  the  Carbunculus  and 
Lychnis  of  Pliny. 

2.  Corundum. — Adamas  Siderites  Plin.,  xxxvii.  15.  Karund  Rind.  Corivindum,  Corivendum 
(fr.  India),  Woodw.,  Cat.  Foss.,  1714,  1725.  Adamantine  Spar  (fr.  India)  Black,  178- ?  according 
to  Greville  and  Klaproth  (v  seq.).  Demantspath  Klapr.,  Mem.  Acad.,  Berlin,  17-6-87.  Ber'in, 
1792  ;  Beitr.,  I  47,  1795;  We7-n.,  Bergm.  J.,  L  ;S75,  390,  1789.  Spath  adamantin  Delamefh.,  J.  de 
Phys.,  XXX.  12,  1787;  Baiiy,  ib.,  193.  Corundum  Greville,  Phil  Trans.,  1798.  Corindon  Jl,  Tr., 
1801.   Corindon  harmophane //.    Corindon  adamantin  i?rt)/zg'/i.,  Min.,  i.  42 it,  1S07.   Korund  Germ. 

Includes  the  kinds  of  dark  or  dull  colors  aud  not  transparent,  colors  light  blue  to  gray,  brown, 
and  black.  The  original  adamantine  spar  from  India  has  a  dark  grayish  smoky-brown  tint,  but 
greenish  or  bluish  by  transmitted  hght,  wlien  translucent,  and  either  in  distinct  crj^stals  often 
large,  or  cleavable-massive.  It  is  ground  and  used  as  a  poli!>hiug  material,  and  being  pure',  ii 
superior  in  this  respect  to  emery.  It  was  thus  employed  in  ancient  times,  both  in  India  and  Europe. 
The  "  Armenian  stone  "  below  is  supposed  by  King  to  have  been  corundum  rather  than  emery. 

3.  Emery. — 'A  nri  'Aojjieiiai  [= Armenian  Whetstone],  Tlieoplir.  H/u-p-s  Dioscor.,  v.  ine 
Naxium  (fr.  Naxos),  Naxium  ex  Armenia.  Plin.,  xxxvi.  10.    Pyrites  vivus  (?)  Plin^  xxxvi.  30 
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(jmyns,  Smiris,  Agric.^  Foss.,  154  6.  Smergel,  Smiris  ferrea,  Wa'l,  Min,,  2G7,  1747.  Smirgcl, 
Schmirgcl,  Genu.    Eraeril       Tr.,  1801;  Corindou  granuleux /Z,  1805. 

Includes  granular  corundum,  of  black  or  grayisli-black  color,  and  contains  magnetite  or  hema- 
tite iutiinately  mixed.  Feels  and  looks  mucli  like  a  black  flue-grained  iron  ore,  wliicli  it  v/as  long 
considered.  There  are  gradations  from  the  evenly  fine-grained  emery  to  kinds  in  vlii.'h  tlie 
corundum  is  hi  distinct  crystals.    This  last  is  the  c.ise  with  part  of  tliatat  Cliester,  M;;s^  .i-'hus 'tin. 

The  following  are  analyses  by  J.  Lawrence  Smith,  taken  from  elaborate  papers  in  the  Am.  J.  Sei., 
II.  X.  354,  xi.  53,  xUi.  83.  The  column  of  hardness  gives  the  effective  abrasive  power  oi  the  pow- 
dered mineral,  that  of  sapphire  being  100  ;  Mag.  stands  for  MajudUe: 

1.  Sapphire,  India 

2.  Ruhij,  India 

3.  Corundum,  Asia  Minor 

4.  "  Nicaria 

5.  "  Asia 

6.  "  India 
7. 

8.  Emery,  Kulah 

9,  '•  Samos 

10.  "  Nicaria 

11.  "  Kulah 

12.  "  Gumuch 

13.  "  Naxos 

14.  "  Nicaria 

15.  "  Gumuch 

16.  "  Kulah 

17.  "  Chester 

:8.     "  " 

19.  " 
20. 

21.  " 

Dr.  C.  T.  Jackson  makes  the  formula  of  emery  Fe  Al,  and  puts  the  mineral  in  the  spinel  family. 
But  neitlier  microscopic  nor  chemical  investigations  appear  to  sustain  this  view. 

Pyr.,  etc. — B.B.  unaltered;  slowly  dissolved  in  borax  and  salt  of  pliosphorus  to  a  clear  glass, 
which  is  colorless  when  free  from  iron  ;  not  acted  upon  by  soda.  The  finely  pulverized  mineral, 
after  long  heating  with  cobalt  solution,  gives  a  beautiful  blue  color.  Not  acted  upon  by  acids, 
but  converted  into  a  soluble  compound  by  fusion  with  bisulphate  of  potash  or  soda.  Friccion 
excites  electricity,  and  in  polished  specimens  the  electrical  attraction  continues  for  a  considerable 
length  of  time. 

Obs,  — This  species  is  associated  with  crystallhie  rocks,  as  granular  limestone  or  dolomito, 
gneiss,  granite,  mica  s'ate,  chlorite  slate.  The  fine  sapphires  are  usually  obtained  from  the  beds 
of  rivers,  either  in  modified  hexagonal  prisms  or  in  rolled  masses,  accompanied  by  grains  of  mag- 
netic iron  ore,  and  several  species  of  gems.  The  emery  of  Asia  Minor,  according  to  Dr.  Suiiih, 
occurs  in  granular  limestone. 

The  best  ruby  sapphires  occur  in  the  Capelan  mountains,  near  Syrian,  a  city  of  Pegu,  and  in  tha 
kingdom  of  Ava;  smaller  individuals  occur  near  Bilin  and  Merowitz  in  Bohemia,  and  in  the  saud 
of  the  Expailly  river  in  Auvergne.  Blue  sapphires  are  brought  from  Ceylon :  this  variety  was 
called  Salamstein  by  Werner.  Corundum  occurs  in  the  Carnatic  on  tlie  Malabar  coast,  in  the 
territories  of  Ava,  and  elsewhere  in  the  East  Indies  ;  also  near  Canton,  China.  At  St.  Gothard, 
it  occurs  of  a  red  or  blue  tinge  in  dolomite,  and  near  Mozzo  in  I^edmont,  in  white  compact  fold- 
spar.  Adamantine  spar  is  met  with  in  large  coarse  hexagonal  pyramids  on  the  Malabar  coast,  and  iu 
Gellivara,  Sweden.  Emery  is  found  iu  large  boulders  at  Naxos,  Nicaria,  and  Samos  of  the  Grecian 
islands;  also  in  Asia  Minor,  12  m.  E.  of  Ephesus,  near  Gumuch-dagh,  where  it  was  discovered 
in  situ  by  Dr.  J.  Lawrence  Smith,  associated  with  margarite,  chloritoid,  pyrite,  calcite,  etc, ;  and 
also  at  Kulah,  Adula,  and  Manser,  the  last  ■i4-  ra.  N.  of  Smyrna ;  also  with  the  nacrite  (? )  of  Cum- 
berland, England.  Other  localities  are  in  Bohemia  near  Pecschau;  in  the  Ural,  near  Katharinen- 
burg ;  and  iu  the  Ilmen  mountains,  not  far  from  Miask  ;  Frederick  Valley,  Austraha. 

In  N.  America,  in  Maine,  at  Greenwood,  in  cryst.  in  mica  schist,  with  beryl,  zircon,  lepidolite, 
rare.  In  Massac! imetts,  at  Chester,  corundum  and  emery  in  a  large  and  valual^ie  vein,  consisting 
mainly  of  emery  and  magnetite,  associated  with  diaspore,  ripidoMte,  margarite,  etc.;  the  corun- 
dum occasionally  in  blue  bi-pyramidal  crystals.  In  Connecticut,  at  W.  Farms,  near  LitchneM, 
iu  pale  blue  crystals ;  at  Norwich,  with  sihimanite,  rare.  In  Neio  York,  at  Warwick,  bluish  and 
piuk,  with  spinel,  and  often  in  its  cavities ;  Amity,  wliite,  blue,  reddish  crystals,  with  spinel  and 


H. 

G. 

Al 

Mag. 

Ca 

Si 

H 

100 

4m  6 

97-51 

l-«9 

0-80 

100-20. 

90 
77 

9<-32 
92-39 

1-09 
1  -67 

1-  21 

2-  05 

99-62. 
9o-83. 

:;-88 

1-12 

1-60:= 

65 

3  92 

87-52 

7'5') 

0-82 

2-01 

0-68  = 

99  r  3. 

60 

3-60 

86-62 

8-21 

0-70 

3-85 

1-16  = 

1 0 1  -( i4. 

58 

3*89 

93-12 

0-91 

1-02 

0-96 

2-86= 

9S-,s7. 

55 

3-91 

84-56 

7-06 

Fe 

1-20 

4-00 

3-.0  = 

99-y2. 

57 

4->8 

6:;-50 

33-25 

0-92 

1-61 

l-90  = 

101-18. 

56 

S-98 

70-10 

22-21 

0-62 

4-00 

2-10  = 

99-03. 

50 

3-75 

7106 

20  32 

1-40 

4-12 

2-5.!  = 

09-43. 

53 

4-02 

6:5-00 

30-12 

0-50 

•r36 

3-36  = 

98-34. 

47 

3-82 

77-82 

8-62 

1-80 

8-13 

3-1  1  = 

99-48. 

46 

3-75 

68  53 

24-10 

0-86 

3-10 

4-72  = 

101-31. 

46 

3-74 

75-12 

13-06 

0-72 

6-88 

3-l()  = 

98-88. 

42 

4-31 

60-10 

83-20 

(1-48 

1-80 

5-62  = 

101-20. 

40 

8-89 

61-05 

27-15 

1-30 

9-63 

2  00  = 

101-13. 

33 
40 

44-01 
50-02 

50-21 
44-11 

3-13 

unci. 

39 

51-92 

42-^5 

5-46 

-i 

45 

74-22 
b4  02 

19-31 
9-63 

5-48 
4-81 

li 

14:0 


OXYGEN  COMPOUNDS. 


rutile  in  gran,  limestone.  Tn  Neio  Jersey,  at  Ne^rton,  blue  crystals  in  gran,  limestone,  ■unth  grass- 
green  hornblende,  mica,  tourmaline,  rare ;  at  Vernon,  near  State  line,  red  crystals,  often  several 
inches  long.  In  Pennsylvania,  in  Delaware  Co.,  in  Aston,  near  Village  G-reen,  in  large  crystals ; 
at  Mineral  llill,  in  loose  cryst. ;  in  Chester  Co.,  at  Unionville,  abundant  in  crystals,  some  masses 
weighing  4,000  lbs.,  and  crystals  occasionally  4  in.  long,  with  tourmaline,  margarite,  and  albice. 
In  N.  Carolina,  in  Buncombe  Co.,  blue  massive,  cleavable,  in  a  boulder ;  in  Gaston  Co.,  crystals 
and  massive  corundum.  In  Georgia,  in  Cherokee  Co.,  rod  sapphire.  In  California,  in  Los  Angeles 
Co.,  in  the  di'ift  of  San  Francisqueto  Pass.  In  Canada,  at  Burgess,  red  and  blue  crystals.  A  so- 
called  emery  from  Arrowsic.  Maiue,  ground  and  sold  under  this  name,  is  nothing  but  massive 
garnet,  much  of  it  mLxed  with  hornblende. 

Red  sapphire  is  the  most  highly  esteemed.  A  crystal  weighing  four  carats,  perfect  in  trans- 
parency and  color,  has  been  valued  at  half  the  price  of  a  diamond  of  the  same  size.  They  seldom 
exceed  half  an  inch  in  length  Two  splendid  red  crystals,  however,  having  the  form  of  the 
pyramidal  dodecahedron,  and  "  de  la  longueur  du  petit  doigt,"  with  a  diameter  of  about  an  inch, 
are  said  to  be  in  the  possession  of  the  king  of  Arracan.  Transparent  blue  sapphires  are  some- 
times over  three  inches  long. 

The  sapphire  of  the  Greek  [aa-rz^cw  was  the  lapis  lazuh,  which  agrees  with  the  character 
given  it  by  Theophrastus,  PUny,  Isidorus,  and  others.  Pliny  remarks,  "Sapphirus  coeruleus 
est  cum  purpura,  habens  pulveres  aureos  sparsos,"  particles  of  p3mte  which  are  frequently  dis- 
seminated through  lapis  lazuli,  looking  like  gold.  The  ancient  names  apphed  to  the  species  have 
already  been  given  in  the  synonymy.    See  further  on  this  subject.  King  on  Precious  Stones. 

C.  tr.  Shepard,  after  showing  (Descr.  of  Em.  of  Chester,  Mass.,  London,  1865)  that  the  Chester 
emery  is  identical  crystaRographically  with  corundum,  takes  the  precaution  to  propose  the  name 
emerite  for  emery,  in  case  it  should  hereafter  be  established  as  a  distinct  species.  But  a  name 
thus  given  has  no  claim  to  recognition. 

Alt. — Corundum  under  some  circumstances  absorbs  water  and  changes  to  diaspore;  and 
perhaps  also  to  the  mica-like  mineral  margarite.  It  is  also  replaced  by  silica,  forming  quartz 
pseudomorphs. 

Artif. — Formed  in  crystals  by  exposing  to  a  high  heat  4  pts.  of  borax  and  1  of  alumina  (Ebel- 
men);  by  decomposing  potash  alum  by  charcoal  (Gaudin) ;  by  subjecting  in  a  carbon  vessel 
fluorid  of  aluminum  to  the  action  of  boric  acid,  the  process  yielding  large  rhombohedral  plates 
(Deville  &  Caron) ;  by  addition  to  the  last  of  fluorid  of  chromium,  affording  the  red  sapphire  or 
ruby,  or  with  less  of  the  fluorid  of  chromium,  blue  sappliire,  or  with  much  of  this  chrome  fluorid, 
a  fine  green  kind;  by  action  of  chlorid  of  aluminum  on  hme  (Daubree). 

180.  HEMATITE.  'Ai/zartr/,?  [=Blood-stone]  pt.  Theophr.,  325  B.C.;  Dioscor.,  v.  143,  a.d. 
40.  Haematites  pt.  Plin.,  xxxvi.  28,  38,  a.d.  77.  (1)  Galenas  genus  tertium  omnis  metaUi 
inanissimum.  Germ.  Eisenglanz,  (2)  Haematites  ipt.=  Germ.  Blutstein,  Glaskopf,  Agric,  Interpr., 
465,  468,  1546.  (1)  Spegiaude  Jernmalm,  Minora  ferri  specularis,  (2)  Hasmatites  ruber,  (3) 
Ochra  rubra.  Wall,  259-266,  1747.  Rotheisenstein.  (1)  Jarnmahn  tritura  rubra,  Speglande 
Eisenglimmer,  (2)  Hriematites  ruber,  (3)  Ochra  pt,  CronsL,  178-185,  1758.  Specular  Iron;  Red 
Hematite,  Red  X)chre.  Fer  speculaire,  {'!)  Hematite  rouge,  Sanguine,  Fr.  (1)  Eisenglanz,  (2) 
Roth  Eisenstein,  Rother  Glaskopf,  Rother  Eisenrahra,  Wern.,  Bergm.  J.,  1789.  Iron  Glance, 
Red  Iron  Ore,  Red  Oxyd  of  Iron,  Micaceous  Iron  Ore.  (1)  Fer  oligiste,  (2)  Fer  oxyde  rouge, 
//.,  Tr.,  1801.    Hamatit  Hausm.,  Haid.  Handb.,  552,  1845,  Hausm.  Handb.,  232,  1847. 

Paiomboliedral.     li  A  ^==86°  10',  0  A  ^=122°  30' ;  ^^=i-3501.  Ob- 
served planes :  rliombohedrons,  -J^,  ^,  |-,  -f,  h  ^  C^)?  h  ^5       "^j  "h  ~h 
-1,  -i.  -h  -i.  -i,  -h  -i ;  scalenohedrons,  i%  f ,  1%  i\  4^        4\  -i^ 
-2^;  pyramids,  f2,  f-2,  f2,  J3O-2,  4-2;  prisms  /,        ^-|,  ^-|-;  and  the 
basal  plane  0. 

0  A    2=107°  40'       2  A  2  =  68°  47'       B  A  f  2=:>154°  2' 
(9  A  1-2=137  49         5  A  5  =  61  34         ^  A  ^  =143  55 
0  A  1-2=118  53         iA  1=143  7  A  ^'-2=136  55 

0  A  13^=103  32         i-  A  4=115  22       1^  A  ^/-2  =  162  41 

Cleavage:  parallel  to  i?  and  0;  often  indistinct.  Twins:  composition- 
face  i?  ;  also  0  (f.  145a).   Also  columnar — granular,  botryoidal,  and  stalac- 
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titic  shapes;  also  lamellar,  laminae  joined  parallel  to  0^  and  variously 
bent — thick  or  thin  ;  also  granular,  friable  or  compact. 

H.  =  5*5  — 6'5.  G.=:4:*5— 5*3;  of  some  compact  varieties,  as  low  as  4*2. 
Lustre  metallic  and  occasionally  splendent ;  sometimes  earthy.   Color  dark 


141  14lA  142  143 


Elba.  Elba. 


steel-gray  or  iron-black ;  in  very  thin  particles  blood-red  by  transmitted 
light ;  when  earthy,  red.  Streak  cherry-red  or  reddish-brown.  Opaque, 
except  when  in  very  thin  laminae,  which  are  faintly  translucent  and  blood- 
red.  Fracture  snbconchoidal,  uneven.  Sometimes  attractable  by  the 
magnet,  and  occasionally  even  magnetipolar. 

Comp.,  Var. — Sesquioxyd  of  iron,  J?e=Oxygea  30,  iron  70=100.  Sometimes  containing  tita- 
nium and  magnesium. 

lu  a  tabular  crystalline  hematite  from  Vesuvius,  Eammelsberg  found  (Pogg.,  cvii.  453)  Fe  3'11 
and  Mg  0-74  ;  it  was  magnetic,  and  G.=:5'303;  the  hematite  may  have  contained  some  magnetite 
as  impuritv.  Some  hematite  contains  titanium.  Crystals  from  Krageroe  afforded  Rammelsberg 
(Pogg.,  civ.  528)  Fe  93-63,  Ti  3*55,  Fe  3-26=:100-44=Fe  Ti+  13  Fe,  or  \Fe  Ti)'^  0^+13  Fe. 

The  varieties  depend  on  texture  or  state  of  aggregation,  and  in  some  cases  the  presence  of  im- 
purities. 

Yar.  1 .  Specular.  Lustre  metallic,  and  crystals  often  splendent,  whence  the  name  specular  iron. 
(&)  "When  the  structure  is  foliated  or  micaceous,  the  ore  is  called  micaceous  hematite. 

'2.  Compact  columnar;  or  fibrous.  The  masses  often  long  radiating;  lustre  submetallic  to 
metallic;  color  brownish-red  to  iron-black.  Sometimes  called  red  hematite^  the  name  hematite 
among  the  older  mineralogists  including  the  fibrous,  stalactitic,  and  other  solid  massive  varieties 
of  this  species,  limonite,  and  turgite 

3.  Red  Ochreous.  Red  and  earthy.  Often  specimens  of  the  preceding  are  red  ochreous  on  some 
parts.    Reddle  and  red  chalk  are  red  ochre,  mixed  with  more  or  less  clay. 

4.  Clay  Iron-stone;  Argillaceous  hematite.  Hard,  brownish-black  to  reddish-brown,  heavy 
stone ;  often  in  part  deep-red  ;  of  submetallic  to  immetallic  lustre ;  and  affording,  like  all  the  pre- 
ceding, a  red  streak.  It  consists  of  oxyd  of  iron  with  clay  or  sand,  and  sometimes  other  impur- 
ities, (h)  When  reddish  in  color  and  jasper-like  in  texture,  often  called  jaspery  clay  iron-stone, 
(c)  When  oolitic  in  structure  (consisting  of  minute  flattened  concretions),  it  is  the  lenticular  iron 
ore. 

Itdbiryte  is  a  schist  resembling  mica-schist,  but  containing  much  specular  ore  in  grains  or  scales, 
or  in  the  micaceous  form. 

Breithaupt  states  that  some  rhombohedrons  of  hematite  have  a  magnetic  axis  crossing  obliquely 
the  vertical  axis,  passing  between  two  opposite  lateral  au^^les  (B.  H.  Ztg.,  xxv.  149) ;  and  further, 
that  the  three  cleavages  of  the  rhombohedron  are  not  quite  equal. 

Pyr.,  etc, — B.B.  infusible;  on  charcoal  in  R.F.  becomes  magnetic;  with  borax  in  O.F.  gives  a 
bead,  which  is  yellow  while  hot  and  colorless  on  coolmg ;  if  saturated,  the  bead  appears  red  while 
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hot  and  yellow  on  cooling ;  in  R.F.  gives  a  bottle-green  color,  and  if  treated  on  charcoal  witli 
metallic  tin,  assumes  a  vitriol-green  color.  "W'  ith  soda  on  charcoal  in  R.F.  is  reduced  to  a  gray 
magnetic  metallic  powder.    Soluble  in  concentrated  muriatic  acid. 

Obs. — This  ore  occurs  in  rocks  of  all  ages,  The  specular  variety  is  mostly  confined  to  crystal- 
line or  metamorphic  rocks,  but  is  also  a  result  of  igneous  action  about  some  volcanoes,  as  at  Vesu- 
vius. Mauy  of  the  geological  formations  contain  the  argihaceous  variety  or  clay  iron-stone,  Avliich 
is  mostly  a  marsh-formation,  or  a  deposit  over  the  bottom  of  shallow,  stagnant  water ;  but  this 
kind  of  clay  iron-stone  (that  giving  a  red  powder)  is  less  common  than  the  corresponding  variety 
of  limonite  or  siderite.  Tlie  beds  that  occur  in  metamorphic  rocks  are  sometimes  of  very  great 
thickness,  and,  like  those  of  magnetite  in  the  same  situation,  have  resulted  from,  the  alteration  of 
stratified  beds  of  ore,  originally  of  marsh  origin,  wliich  were  formed  at  the  same  time  with  the  enclos- 
ing rocks,  and  underwent  metamorphism,  or  achanoe  to  the  crystalline  condition,  at  the  same  time. 

Beautiful  crystallizations  of  this  species  are  brought  from  the  island  of  Elba,  which  has  afforded 
it  from  a  very  remote  period,  and  is  described  by  Ovid  as  "  Insula  inexhaustis  chalybdum  generosa 
metahis."  The  surfaces  of  the  crystals  often  present  an  irised  tarnish  and  brilhant  lustre ;  the 
faces  0  and  \  are  usually  destitute  of  this  tarnish  and  lustre,  and  may  therefore  assist,  when 
'  present,  in  determining  the  situation  of  other  planes  when  the  crystal  is  quite  complex.  St. 
Gothard  affords  beautiful  specimens,  composed  of  crystallized  plates  grouped  in  the  form  of  rosettes 
(Eisenrose),  and  accompanying  crystals  of  feldspar.  Near  Limoges,  France,  it  occurs  in  large 
crystals.  Fine  crystals  are  the  result  of  volcanic  action  at  Etna  and  Vesuvius,  and  particularly  in 
Fossa  Cancharone,  on  Monte  Somma,  where  it  incrusts  the  ejected  lavas;  also  formed  in  most 
recent  eruptions  about  the  fumeroles;  in  that  of  185-"3,  in  fine  crystallizations  about  the  fumaroles 
some  so  thin  as  to  be  blood-red  by  transmitted  hght  (Scacchi).  Arendal  in  Norway,  Longban  in 
Sweden,  Framont  in  Lorraine,  Dauphiny,  and  Switzerland,  also  Cleator  Moor  in  Cumberland, 
aflbrd  splendid  specimens.  Red  hematite  occurs  in  reniforra  masses  of  s  fibrous  concentric 
structure,  near  Ulverstone  in  Lancashire,  in  Saxony,  Bohemia,  and  the  Harz.  In  Westphaha  it 
occurs  as  pseudomorphs  of  calcite.  In  Brazil  it  is  associated  with  quartz.  In  Chili  there  are 
immense  beds. 

In  K  America,  widely  distributed,  and  sometimes  in  beds  of  vast  thickness  in  rocks  of  the 
Azoic  age,  as  in  the  Marquette  region  in  northern  Michigan  ;  and  in  Missouri,  at  the  Pilot  Knolp 
and  the  Iron  Mtn. ;  the  former  650  feet  high,  consisting  mainly  of  an  Azoic  quartz  rock,  and  hav- 
ing specular  iron  in  the  upper  part,  the  iron  ore  in  heavy  beds  intexlaminated  with  quartz ;  the 
latter  200  feet  high,  and  consisting  at  surface  of  massive  hematite  in  loose  blocks,  many  10  to  -zO 
tons  in  weight ;  in  Arizona  and  New  Mexico. 

Besides  these  regions  of  enormous  beds,  there  are  numerous  others  of  workable  value,  either 
crystallized  or  argillaceous.  Some  of  these  localities,  interesting  for  their  specimens,  are  in  northern 
New  York,  at  Gouverneur,  Antwerp,  Hermou,  Edwards,  Fowler,  Canton,  etc. ;  Woodstock  and 
Aroostook,  Me.;  at  Hawley,  Mass.,  a  micaceous  variety;  at  Piermont,  N.  H.,  id.;  in  New  York, 
in  Oneida.  Herkimer,  Madison,  Wayne  Cos ,  a  lenticular  argillaceous  var.,  constituting  one  or  two 
beds  in  the  Upper  Silurian ;  the  same  in  Pennsylvania,  and  as  far  south  as  Alabama ;  and  in 
Canada,  and  Wisconsin  to  the  west;  in  North  and  South  Carolina  a  micaceous  variety  in  schistose 
rocks,  constituting  the  so-cahed  specular  schist,  or  itabirite. 

This  ore  aftbrds  a  considerable  portion  of  the  iron  manufactured  in  different  countries.  The 
varieties,  especially  the  specular,  require  a  greater  degree  of  heat  to  smelt  than  other  ores,  but  the 
iron  obtained  is  of  good  quality.  Pulverized  red  hematite  is  employed  in  polishing  metals,  and 
also  as  a  coloring  material.  This  species  is  readily  distinguished  from  magnetite  by  its  red  streak, 
and  from  turgite  by  its  greater  hardness  and  its  not  decrepitating  before  the  blowpipe. 

Named  hematite  from  ai/m,  Uood,  it  seeming,  says  Theophrastus,  as  if  formed  of  concreted  blood. 
This  old  Greek  author  speaks  afterwards  of  a  second  kind  of  hematites  (' A'/ninr/jf  ^ai''r,i\  which 
was  of  a  yellowisli-white  color,  probably  a  yellow  ochre,  an  impure  form  of  limonite,  the  species 
long  called  hrown  hematite. 

Alt. — By  deoxydation  through  organic  matter  forms  magnetite  or  protoxyds ;  and  from  the  latter 
comes  spathic  iron  by  combination  witli  carbonic  acid ;  or  by  further  deoxydation  through  sul- 
phuretted hydrogen  forms  pyrite.  By  combination  with  water  forms  limonite.  Limonite,  mag- 
netite, and  pyrite  constitute  occurring  pseudomorphs  after  hematite. 

Ai'tif. — Formed  in  crystals  by  the  action  of  steam  on  chlorid  of  iron,  regarded  as  the  probable 
method  of  origin  of  the  hematite  of  lavas ;  also  by  the  action  of  perchlorid  of  iron  on  lime 
(Daubree);  by  the  action  of  a  stream  of  muriatic  acid  gas  on  Fe,  the  application  being  made  very 
slowly,  lest  the  3Pe  be  all  converted  to  chlorid. 

ISO  A.  Martite.  (Martit  Breith.,  Char.,  2.^3,  1832).  ■  Martite  is  sesquioxyd  of  iron  under  an 
isometric  form,  occurring  in  octahedrons  like  magnetite  (f.  2),  and  supposed  to  be  pseudomor- 
phous,  mostly  after  magnetite.  H.=6  — 7.  G.=4:-80y— 4-832,  Brazil,  Breith.;  4-C.5,  Puy  de 
Dome;  4-35,  Frassem,  Devalque;  5-15,  Brazil.  Ramm. ;  5-33,  Monroe,  N.  Y,,  Hunt.  Lustre  sub- 
metalhc.  Color  iron-black,  sometimes  with  a  bronzed  tarnish.  Streak  reddish-brown  or  purplish, 
brown.    Fracture  conchoidal.    Not  magnetic,  or  only  feebly  so. 
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The  crystals  are  sometimes  imbedded  in  the  massive  sesqnioxyd.  They  are  distinguished  from 
magnetite  by  the  red  streak,  and  very  feeble,  if  an}-,  action  on  the  magnetic  needle. 

Found  at  the  localities  mentioned  ;  also  in  Averment  at  Chittenden  ;  in  the  Marquette  iron  region 
south  of  L.  Superior,  wliere  crystals  are  common  in  the  ore,  as  if  all  of  it,  or  the  greater  part,  were 
m.artite;  Btiss  lake,  Canada  "West;  at  Monroe,  N.  Y.,  in  a  rock  containing  quartz,  ieklspar,  and 
hornblende,  and  imbedded  in  each  of  these  minerals;  in  Moravia,  near  Schonberg.  in  granite. 

The  martite  of  Monroe  contains  some  Fe,  Brush.  The  octahedral  crystals  from  Chittenden,  Vt., 
according  to  D.  Olmstead,  are  part  true  magnetite,  with  a  black  powder :  part  give  a  slightly  red- 
dish streak,  with  httle  Fe  ;  and  part  give  a  red  powder  and  contain  no  Fe. 

Whctlier  the  crystals  of  martite  are  original  crystals  or  pseudomorphs  is  still  questioned  ;  but 
the  latter  seems  to  be  the  most  probable  view.  Pseudomorphism  aWer  magnetite  would  imply 
that  the  Marquette  ore  bed  was  once  all  magnetite  in  composition,  Fe^  0^  and  has  been  changed 
to  the  sesquioxyd,  Fe-  0^,  by  an  addition  of  oxygen.  Rammolsberg  found  ]*83  — 2';iO  p.  c.  of  prot- 
oxyd  of  iron  in  the  Brazil  crystals.  The  octahedrons  from  the  fumeroles  of  Vesuvius  afforded 
Rammelsberg  (Min.  Ch.,  159)  Fe  92-91,  Fe  6-17,  Mg  0->^2  — 90.  The  crystals  from  Frassem, 
France,  contain  0-2  p.  c.  of  sulphur,  which  suggests  that  these  may  be  pseudomorphs  after  pyrite^ 


181.  MENACCANITE.  Specular  Iron  pt,  Eisensand  pt.,  of  last  cent.  Menachanite  (fr. 
Cornwall)  Wm.  McGregor,  J.  de  Phys.,  72,  152,  1791,  Crell's  Ann.,  1791,  and  Kirwan's  Min., 
1796  (making  it  to  consist  of  iron  and  an  oxyd  of  a  probably  new  metal).  Eisenhaltige 
Titanerze,  Menakanit  (fr.  Cornw.)  Klajpr.,  Beitr.,  ii.  226;  (fr.  Aschaffenberg)  ib.,  232,  235,  1797. 
Titane  oxyde  femfere  H.,  Tr.,  1801.  Miinaken  Karst,  Tab.,  74,  l^OS.  Titaneisen stein,  Titan- 
eisen.  Germ.  Titanic  or  Titaniferous  Iron.  Crichtouite  (spelt  Craitonite)  Bourn.,  Cat.,  430, 
1813.  Axotomes  Eisenerz  (fr.  Gastein)  Molis,  Grundr.,  ii.  462,  18'.i4.  =  Kibdelophan  v.  Kob., 
Schweig.  J.,  Ixiv.  1832.  Ilmenit  (fr.  L.  Ilmen)  A.  T.  Kiqifer,  Kastn.  Arch.,  x.  1,  1827.  Mohsite 
(fr.  Dauphino)  Levy,  Phil.  Mag.,  i.  221,  1827.  Hystatisches  Eisenerz,  Hystatite  (fr.  Arendal), 
Breitli.,  Uib.,  64:,  1830,  Char.,  236,  1832.  Basanomelan  (fr.  St.  Gothard,  =  Eisenrose)  v.  Kob., 
Grundr.,  318,  1838.  Washingtonite  (fr.  Conn.)  Hliej).,  Am.  J.  Sci.,  xliii.  364,  1842.  Titaniofer- 
rite  Chapm.,  Min.,  1843.    Paracolumbito  (fr.  Taunton)  Shep.,  ib.,  II.  xii.  209,  1851. 

Eliombohedral ;  tetartolieclral  to  the  hexagonal  type.  A  ^=85°  40' 
—  86°  10',  86°  5',  Kose  and  Descloizeaux,  85°  59',  Mohs.   Observed  planes : 

rhonibohedrons.  -I,  ^{^^)^  -5?  -f?  -2,  -J;  pyra- 
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•3-5  -^v^v?        "f?  -^5  -i?  _ 
mids,  f-2,  |-2,  -^-2,  which  are  hemiliedral ;  also 
7",  ^'-2,  0.    Angles  nearly  as  in  hematite  \  0  ^  R 
=  122°  23;  and  ^  A  f -2': 
86°. 


154°  0'  when  R  A  7?= 
Often  a  cleavage  parallel  with  the  terminal 
plane,  but  properly  due  to  planes  of  composition. 
Crystals  usually  tabular.  Twins :  composition- 
face  O  j  sometimes  producing,  when  repeated,  a 
form  resembling  f.  144.  Often  in  thin  plates  or 
laminpe  ;  in  loose  grains  as  sand. 

H.  =  5  — 6.  G.  =  4'5  — 5.  Lustre  submetallic.  Color  iron -black.  Streak 
submetallic,  powder  black  to  brownish-red.  Opaque.  Fracture  conchoi- 
dal.    Influences  slightly  the  magnetic  needle. 


Comp.,  Var. — (Ti,  Fe)*  0'^  (or  hematite,  with  part  of  the  iron  replaced  by  t'*tanium\'  the  pro 
portion  of  Ti  to  Fe  varying.  Rammelsberg  writes  the  formula  Fe  Ti  +  n  Fe,  which  is  equivalent 
to  (^  Fe+'i  Ti)^  0^+^'  Fe-  0^,  the  Fe"  0^  being  in  varying  proportions.  Sometimes  also  contain- 
ing magnesia  or  manganese,  whence  the  more  general  fornuila  (Ti,  Fe.  Mn,  Mg)-  01 

The  varieties  recognized  arise  mainly  from  the  proportions  of  iron  to  titanium.  They  have 
been  named  as  follows,  commencing  with  that  containing  the  most  titanium.  No  satisfactory 
external  distinctions  have  yet  been  made  out : 

1.  Kihdelophane.  About  30  p.  c.  titanium  (anal.  1).  In  crystals,  but  usually  massive,  or  in  thm 
plates;  i?Ai?=85°  59';  G.=4-65l,  fr.  Gastein,  Mohs;  4-723— 4-735,  ib.,  Breith. 

2.  Crichtonite.    Composition  essentially  like  that  of  the  preceding  (anal.  2  and  23).    In  acute 
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rhombohedrons,  with  basal  cleavage;  i?Ai?=86°  62|';  -5  A -5  =  61°  27' ;  G.— 4-79,  from  St 
Cristoplie  (original) ;  4'689,  same  compound  from  Ingelsberg,  Ramm.  (anal.  23) ;  lustre  bright. 

3.  llmemie.  26 — 30  p.  c.  titanium,  and  near  the  preceding  in  composition,  but  containing  more 
sesquioxyd  of  iron  (anal.  3-6,  27).  Crjstalhzed  and  massive;  ^Ai?=85'  43';  G.=4'(>95,  tr 
llmen  Mts.  (original),  Breith  ;  4 '81 — 4"873,  ib.,  Ramm.  For  same  compound  fr.  Egersund,  4*744 
— 4"7yl,  Ramm.;  fr.  Krageroe  4'701. 

4.  Jlenacccmite.  About  25  p.  c.  of  titanium,  and  with  more  sesquioxyd  of  iron  than  in  the 
preceding  (anal.  7-10,  28,  29).  Massive,  and  in  grains  or  as  a  sand  (Eisensand).  G.=-4'T — 4*8, 
fr.  near  Menaccan,  (Cornwall  (orig.).  Similar  compound  from  Iserwiese,  4-676— 4*752,  Ramm. 
(Iserine  ?) 

5.  Hijdatite.  15—20  p.  c.  titanium,  and  much  Fe  (anal.  11-14).  i?Ai?=86'  10';  G.=r5,  fr. 
Arendai  (orig.\  V>"ashingtonif.e  belongs  here  (anal.  13,  14.  :-;0).  Occurs  in  large  tabular  rather 
duU  crystals;  A  i?=86°  approximately;  G.=4*963,  fr.  Westerly,  R.  I.,  and  5*016,  fr.  Litchfield, 
Ct.  (orig.>,  Sliepard;  for  latter,  4-986,  Ramm. 

6.  Uddeiallde  D.  About  10  p.  c.  titanium  and  70  p.  c.  of  3Fe  (anal  15).  The  Aschaffenberg 
titanic  iron  is  near  this.    It  occurs  massive  and  in  plates,  and  has  G.==:4*78. 

7.  Basanomelan  {Eisenrose  of  the  Alps).  6  to  8  p.  c.  Ti,  and  75  to  b3  of  Fe  (anal.  17).  G  = 
4*95 — 5--il.    It  is  properly  a  titaniferous  hematite. 

8.  Krageroe  hematite.    Containing  less  than  3  p.  c.  of  titanium  (anal.  35). 

_  9.  Magnesian  Menaccanite ;  Ficrotaniie  D.  Contains  10  to  15  p.  c.  of  magnesia,  anal.  24  ;  formula 
(Fe,  Mg)  ii ,  G.  =  4-293 — 4*313.    Named  from  riKp:i^  hitter,  in  allusion  to  the  magnesia. 

The  Molisiie  is  of  uncertain  locality  and  composition.  The  occurring  rhombohedron  affords  the 
angle  78"  45'  (Levy);  crystals  tabular;  in  twins;  no  cleavage  observable. 

The  loose  Iron-sand  of  Iserwiese,  cahed  iserine,  is  in  part,  at  least,  in  isometric  octahedrons ; 
and  the  trappisches  Eisenerz,  Breith.,  is  similar.    See  Iserixe  beyond. 

PuracolumUie  is  an  iron-black  mineral  from  1  m.  S.W.  of  Taunton,  Mass.,  having  11.  about  5. 
Pisani  has  proved  it  to  be  of  this  species.    He  found  G. =4-353,  H.  4*5. 

Analyses  :  1,  v.  Kobell  (Schw.  J.,  Ixiv.  59,  245);  2,  Marignac  (Ann.  Ch.  Phys.,  IIL  xiv.  50);  3,  4, 
Mosander  (Ak.  H.  Stockh.,  1829,  220,  Pogg.,  xix.'21l);  5,  Delesse  (These  sur  Tempi,  de  Fanal, 
etc.,  p.  46);  6,  H.  Rose  (Pogg.,  iii.  163);  7,  v.  Kobell  (1.  c);  8-12,  Mosander  (1.  c);  13,  Kendall 
(This  Min.,  2d  edit.,  527);  14,  Marignac  (h  c.) ;  15,  Plantamour  (J.  pr.  Ch.,  xxiv.  302);  16-18,  v. 
Kobell  (1.  c);  19,  T.  S,  Hunt  (Rep.  G.  Can.,  1849.  1850,  105,  and  1863,  501);  20,  J.  Miiller 
(Jahrb.,  1859,  775);  21,  22,  Damour  (Ann.  Ch.  Phys.,  li.  445);  23-35,  Rammelsberg  (Pogg.,  civ. 
497,  and  Min.  Ch.,  406): 


1.  Gastein,  Kibdel 

2.  St.  Christophe,  Cricht. 

3.  llmen  Mts.,  Ilmeniie 


6.  Egersund  " 

7.  "  Menace. 

8.  *'  " 
9. 

10. 

11.  Arendai, 
12. 

13.  Litchfield, 

14.  "  " 

15.  Uddewalla,    Titan.  I. 

16.  Aschaftenberg,  " 

17.  Schweiz,  Basanom. 

18.  "       Titanic  I. 

19.  St.  Paul's,  Canada 

20.  Maxhoven,  Bav. 

21.  Antioquia,  R.  Chico 

22.  "  Cienaga 


Hystatite 


Ti 

59-00 

52-27 

46*92 

46*67 

45*4 

43*73 

43*24 

42*57 

4 1*08 

89  04 

24*19 

28-59 

25*28 

22*21 

15*56 

14*16 

12-67 

10*0 

48*60 

51-60 

57*09 

48*14 


23.  Ingelsberg 

24.  Warwick,  N.  T. 

25.  llmen  Mts. 

26.  Egersund 


Sp.  gr. 

4*689 
4-31.3,  4*293 
4*81,  4-873 
4-744,  4*791 


4*25 
1*20 
10*74 
1.1*71 
40*7 
42-70 
28*66 
23-21 
25-93 
29-16 
53*01 

58-  51 
51*84 

59-  07 
71*25 
75-00 
82*49 
88-5 
10-42 


Ti 

53-03 
57-71 
45-93 
51-30 


Fe 

36*00 
46*53 
37*86 
35*37 
14*1 
13-57 
27*91 
29-27 
29*04 
27*23 
19*91 
13*90 
22*86 
18*72 
1 1*32 
10-04 
4*84 
1*5 
37*06 
41*79 
42*11 
5irl7 

3Pe 
2*66 

14*30 
8*87 


]\In 
1*65 

2*73 
2-39 


0*2 1 


Mg  Ca 


1*14 
0*60 


1-22 

1-  94 

2-  30 
0-68 
1*10 


0-80  


 3*60 


0-  80 

1-  69 


 =in0  Kobell. 

 =100  Marignac. 

 =  99-39  Mosander. 

0-j5,  €r  0-38,  Si  2*8(i=l 00*17  M. 

0*5,  Sn  0*5,  i>b  0-2  =  101*4  Del. 

 =  100  Rose. 

 =99*81  KobeU. 

0*50,  €r0*33,  Si  1-65=98*75  M. 

0*49, Yt,€e  0-58,  SiO*97  =  99*13M. 

O-90,  Cr012,  Si  0  31  =  99-13  M. 

0-33,  Si  1*17  =  99-29  M. 

0-86,  €r  0*44,  Si  1*88=100-28  M. 

 =99-98  Kendall 

 =10.0  Marignac. 

 ,  F,  Si,  loss  1*87  Plantamour. 

 =100  Kobell. 

 =100  Kobelh 

 =10()  KobeU. 

.  =99-68  Hunt. 

0-30,  ^1,  Si  2-47  =  100-16  Miiller. 

 =100  Damour. 

 =100  Damour. 


Fe      Mn  Mg 


38*30 
26*82 
36*52 
39-83 


4*30    1*65  =  99*94 
0*90  13*71=99*14 
2*72    0*59  =  100*06 
tr.     0-40  =  100*40 


Fe  Ti :  S'e 

1  :  0 

1  :  0 

6  ;  1 

9  :  ] 
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Ratio. 

Ti       ¥c      Fe     Mq     %  reTi:3Pe 


27.  Krageroe  4-70 L         46-92    11 -4 8    39-82    1-22  =  99*50  9  :  1 

28.  Iserwiese               4'752         87-13  28-40    29-JO    3-01    2-97  =  100-71                   3  :  1 

29.  "                     4-t)76         42-20  23-oG    30-57    1-74    1-57  =  99*44                     3  :  1 

30.  Litchfield,  Ct.           4-9S6         23-72  53-71    22-39    0-25    0-50  =  100-57                   1  :  1 

31.  Eisenach                5-0(30         lrt-20  69-91    12-60    0-77    0-55  =  100  03                   1  :  2 

32.  Snarum  4-943         10-02    77-17      8-52    1-33,  ^1  l-46  =  98-50        1  :  4 

33.  Binneu  Yal.       5-127,  5-150(|)  9-18    81-92      8-60  =  99-70  1  :  4 

34.  St.  Gothard        5-187,  5*209      9-10  83  41      7*63    0-44     tr.  =100-58                   1  :4 

35.  Krageroe  5-2406         3-55    93-63      2-26     =100-44  1  :  13 

TTith  the  analyses  23  to  35  the  ratio  of  Fe  Ti  to  Fe  is  given  in  the  last  column,  from  Rammelsberg, 

who  writes  the  formula  for  23,  24,  Fe  Ti ;  for  25,  6  Fe  Ti  +iPe ;  for  26,  9  Fe  Ti+3Pe,  and  so  on. 
But  calculating  the  ratio  between  the  metals  combined  and  the  oxygen,  for  these  same  analyses, 
ve  have : 


Metals. 

Oxygen. 

Ratio. 

Metals. 

Oxygen. 

Ratio. 

Anal.  23. 

21-77 

32-11 

1 

1-48 

Anal.  30. 

20-52 

30-80 

1  :  1-50 

24. 

22-71 

34-64 

1 

1-52 

"  31. 

-  20-29 

30-62 

1  :  1-51 

"  25. 

20-67 

31-55 

1 

1-50 

"  32. 

20-14 

30-29 

1  :  1-50 

"  2rt. 

20-09 

3211 

1 

1-60 

"  33. 

20-07 

30-14 

1  :  1-50 

"  27. 

20-58 

31-48 

1  . 

1-53 

"  34. 

20-23 

3M-4t 

1  :  1-50 

"  28! 

21-17 

31-67 

1 

1-50 

"  35. 

20-13 

30-22 

1  :  1-50 

"  29. 

20-62 

31-64 

1 

1-54 

These  ratios  are,  with  two  or  three  exceptions,  almost  exactly  2 :  3,  which  shows  still  better 
that  they  correspond  with  the  general  formula  R-  01  Analyses  1  to  22  afford  this  same  ratio  and 
formula.  Rose  made  the  formula  m¥i  +  n  Fe,  assuming  that  the  Fe  obtained  in  the  analyses 
arose  from  the  oxydation  of  a  supposed  titanic  oxyd  (Ti-  0^)  at  the  expense  of  the  Fe.  This 
view  is  not  sustained,  since  it  has  been  proved  that  the  Fe  exists  as  such  in  the  Oi  . 

For  other  analyses:  fr.  Harzburg  in  Gabbro,  Strcng.  B.  H.  Zta;..  xxiii.  55;  fr.  Uape  de  Yerd 
Isles.  Silva,  C.  R.^  Ixv.  1867;  fr.  Lobauer  Bero-.  E.  Calberla,  Ber7  Iris  Dresd..  1866,  136. 

Paraco/umbite  afforded  Pisani  Ti  35-66,  ¥e  3-4S.  Fe  M  gl-94.  Ca  2-06,  Si  and  insoluble 

matters  10-66,  Al  7-ti6  (Am.  J.  Sci.,  II.  xxxvii.  359).  It  is  so  mixed  with  the  gangue  that  it  is  ex- 
tremely difficult  to  obtain  it  pure.  A  menaccanite  found  at  Rajamiiki,  Finland,  contains  some  colum- 
bic  acid  replacing  part  of  the  titanic  (Pogg.,  cxxii.  615). 

Pyr.,  etc. — B.B.  infusible  in  0  F.  althouo'h  slightly  rounded  on  the  edges  in  R.F.  With  borax 
and  salt  of  phosphorus  reacts  for  iron  in  O.F.,  and  with  the  latter  Mux  assumes  a  more  or  less  in- 
tense brownish-red  color  iu  R.F. ;  this  treated  with  tin  on  charcoal  changes  to  a  violet-red  color 
when  the  amount  of  titanium  is  not  too  small.  The  pulverized  mineral,  heated  with  muriatic  acid, 
is  slowly  dissolved  to  a  yellow  solution,  which,  filtered  from  the  undecomposed  mineral  and  boiled 
with  the  addition  of  tin-foil,  assumes  a  beautiful  blue  or  violet  color.  Decomposed  by  fusion  with 
bisulphate  of  soda  or  potash, 

Obs. — The  principal  European  localities  of  this  specien  have  been  enumerated  above.  One  of 
the  most  remarkable  is  at  Krageroe,  Norway,  where  it  occurs  in  veins  or  beds  in  diorite,  which 
sometimes  afford  crystals  weighing  over  1 6  pounds.  Fine  crystals,  sometimes  an  inch  in  diameter, 
occur  in  Warwick,  Amity,  and  Monroe,  Orange  Co.,  N.  Y  ,  imbedded  in  serpentine  and  white  lime- 
stone, and  associated  with  spinel,  chondrodite,  rutile,  etc. ;  also  4  m.  west  of  Edenville.  and  near 
Greenwootl  furnace  with  spinel  and  chondrodite  ;  also  at  Chester  and  South  Royalston.  Mass. 
Yast  deposits  or  beds  of  titanic  ore  occur  at  Bay  St.  Paul  iu  Canada,  in  syenite  :  one  bed,  90  feet 
thick,  continues  on  in  view  for  300  feet,  and  probably  far  beyond ;  also  in  the  Seig-uory  of  St. 
Francis.  Beauce,  mixed  with  magnetite  as  a  bed  45  feet  thick  in  serpentine  ;  G.=4-56— 4-66 ;  also 
with  labradorite  at  Chateau  Richer.    Grains  are  found  in  the  gold  sand  of  California. 

181A.  ISERITE.  (Titaueisensteiu  pt.,  Magnetischer  Eisen-Sand  pt.,  Wern.  Iserin  (fr.  Iser) 
Wern.,  Letztes  Min.,  26,  52,  1817,  Hoffm.  Min.,  iv.  -loS,  1817.  Oktaedri;  dies  Titaneiseu-Oxyd 
Wern.  Iserin  Breith.,  Char.,  51,  1820.  Hexaedrisches  Eisen-Erz  Mohs,  Min.,  436,  1839.)  Iserite 
is  supposed  to  be  isometric  titanic  iron,  and,  like  martite,  to  be  pseudomorphous.  Forms  like  f. 
2,  5,  6,  8. 

Analyses  :  1,  Rammelsberg  fMin.  Ch.,  419);  2,  v.  Hauer  (Ber.  Ak.  Wien,  xix.  350) ;  3,  Edwards 
(Rep.  Brit.  Assoc.,  1855);  4,  Yogel  and  Rischauer  (Jahresb.,  1856,  840): 

Ti  Fe  Fe  Mg 

1.  Iserwiese                       57-19  15-67  26-00       1-94  =  100-60  Ramm. 

2.  Plattensee^  Hung.           30-71  49*93  18-88       3-79=103-31  Hauer. 
S.Mersey                          13-20  42-08  31-10,  ^1  8-62,  Si  4-02  =  99-02  Edtvards. 
4.  Silberberg                     18-53  63-00  17*79   =99*32  Y.  &  R. 
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The  looality  of  Iserwiese  gave  the  name  to  this  mnieral.  The  titanic  iron-sand  is  partly  in 
octaliedral  forms,  and  this  portion,  if  not  all,  is  the  iserine.  Yet  it  is  still  doubted  whether  the 
otahedrons  are  regular  octahedrons,  or  w  hcther  they  are  acute  rhombohedrous  with  truncated 
apices,  and  therefore  true  ilmeiiite.  The  Iserwiese  crystals,  as  analyzed  by  Rammelsberg  (anal. 
1),  give  for  the  ratio  between  the  metals  and  oxygen  2  :  2'33,  which  is  much  more  oxygen  than 
the  formula  R-  0^  requires,  and  is  still  further  remote  from  that  of  magnetite.  The  ore  from  Sio- 
Fok,  on  the  Platensee,  as  ana'yzed  by  v.  Hauer  (anal.  '2);  affords  the  general  formula  (Fe,  Ti)"  0' 
+  Fe-0^  equivalent  to  Fe  0  Ti  0'--i- Fe"' 0"*  (^r  Fe  Ti  +  3Fe).  G.=4-817.  The  grains  were  iv. 
part  octahedrons,  and  some  with  trunc-aied  angles. 

The  saud  on  the  Mersey  comes  from  the  sliores  nearly  opposite  Liverpool,  and  is  mixed  with 
magnetite.  This  is  indicated  in  the  analysis,  which  affords  the  formula  3  Fe  0,  Ti  0^  (or  3  (Fe, 
'Ji)''^  0'^)  +  5  Fe  Fe  (or  5  of  magnetite).  Minute  octahedrons  occur  at  BaUycrogan,  Mull  of  Cantyre, 
Sand  from  Miiggelsee.  near  Berlin,  having  Gr.  =  5'075,  afforded  Rammelsberg  a  similar  composi- 
tion, but  with  only  .t*2'»  p.  c.  Ti.  it  giving  him  the  formula  Fe  0  Ti  0-  +  6  of  magnetite.  It  is  not 
stated  that  this  sand  is  octahedral.  The  ore  from  Silberberg,  near  Bodenraais,  in  Bavaria,  corre- 
sponds nearly  to  4^  (Fe,  Tif  O'  +  S  Fe"  0^,  and  therefore  romes  under  the  general  formula  R-  0^ 

TTaltershausen  has  obtained  from  octahedral  crystals  of  an  iron-sand  from  Etna  (Tulk.  Grcsi. 
121),  having  G.=4-l:3,  ti  12-38  and  Fe  92-18i=104-56.  The  analysis  needs  repetition,  A.  Knop 
obtained  for  a  titanic  iron-rand  a  composition  corresponding  to  magnetite  in  atomic  ratio,  giving  the 
ratio  1  :  1"25  between  the  metals  and  oxygen.    See  under  Magnetite. 

Iserine  is  reported  also  from  Bohemia,  Saxony,  Calabria,  Puj'-de-Dome  in  France. 

182.  PEROFSKITE,    Perowskit  G.  Rose,  Fogg.,  xlviii.  558,  1839,  Reis.  Ural.,  ii.  128. 

Isometric,  Eose  (fr.  Ural).    (Rhoniboliedral  ?).    Observed  planes  :  (9,  /, 
1,  2,  i-^^  f  f ,  ^-|-,  2-2,  3-3,  2-|-,  |-f .    Habit  cubic  ;  f.  1,  5,  IG  ;  also  17,  except 
that  the  planes  are  ^-f.    Rliombohedral,  Descl.  (fr.  Zerinatt) ;  with  jR  A 
nearly  90°.    Perhaps  dimorphous.    Cleavage  :  parallel  to  the  cubic,  oi 
rhond)ohedral ;  faces  rather  perfect. 

H.  =  5-5.  G.=4'01T,  Ir.  Achmatovsk  ;  4'03— 4*039,  fr.  Zermatt,  Damonr  ; 
4*02,  fr.  Schelingen,  Seneca.  Lnstre  metallic — adamantine ;  color  pale 
yellow,  honey-yellow,  orange-yellow,  reddish-brown,  grayish-black  to  iron- 
black  ;  streak  colorless,  grayish.  *  Transparent  to  opacpie. 

Comp.— (Ca  +  Ti)  O^^R'^  0'=Titanicacid  59*4,  lime 40-6=100.  Analyses:  1,  Jacobson (Pogg., 
Ixii.  596);  2,  Brooks  (ib.) ;  3,  4,  F.  Seneca  (Ann.  Ch.  Pharm.,  civ.  371);  5,  Damour  (Ann.  d.  M., 
V.  vi.  5 1 2)  : 

Ti        Ca  Fe 

1.  Achmatovsk,  Wac^;        58'96    39-20    2-06    Mg,  Mn  ir.  =  1 00*22  .Jacobson. 

2.  "  hroivn       59*00    36-76    4-79         "     Q-l  1—100-U7  Brooks. 

3.  Schelingen,  Uack  58-95    35-09    6-23  =  100-87  Seneca. 

4.  "  59-30    35-94    5-99  =  101 -23  Seneca. 

5.  Zermatt,  ydlow        (|)  59-23    39-92    1-14=  1 00'29  Damour. 

Pyr.,  etc. — In  the  forceps  and  on  charcoal  infusible.  "U^'ith  salt  of  phosphorus  in  O.F.  dissolves^ 
easily,  giving  a  greenish  bead  while  hot,  which  becomes  colorless  on  cooling ;  in  R.F.  the  bead 
changes  to  grayish-green,  and  on  cooling  assumes  a  violet-blue  color.  Entirely  decomposed  by 
boiling  sulphuric  acid. 

Obs. — Occurs  in  small  crystals  or  druses  of  crystals,  all  of  dark  colors,  associated  with  crystal- 
lizea  chlorite,  and  magnetic  iron  in  chlorite  slate,  at  Achmatovsk,  near  Slatoust  in  the  Ural ;  at 
Schelingen  in  the  Kaisersthal.  in  white  or  yellowish  granular  limestone,  with  mica,  magnetite,  and 
pyrochlore;  in  the  valley  of  Zermatt,  near  the  Findelen  glacier,  where  crystalhne  masses  occur, 
in  talcose  schist,  as  large  as  the  fist,  and  the  interior,  if  not  the  whole,  is  of  a  light  yellow  color 
(showing  that  the  darker  shades  are  due  to  alteration),  along  vdth  garnet,  idocrase,  sphene,  zircon, 
corundum,  rutile,  titanic  iron,  serpentine,  etc. ;  at  Wildkrcuzjoch,  between  Pfitsch  and  Pfunders 
in  the  Tyrol,  a  crystal,  probably  of  this  species,  having,  according  to  Hessenberg,  the  planes  0,  i, 
i-i  3-3,  2-i  f-f.  '  ^Vlso  in  black  cubo-Outahedrons  at  Magnet  Cove,  Arkansas  (Shepard). 

Named  after  v.  Perofski  of  St.  Petersburg. 

On  crvst.T  see  G.  Rose,  1.  c  ;  Kokscharof,  Min.  Russl.,  i.  197;  Hessenberg,  Min.  Xot,  iv.  20 
Descloizeaux.  Ann.  d.  M.,  V.  xiv.  417.    If  the  forms  were  ah  isometric,  they  would  stiUbe  closely 
isomorphous  with  the  rhorabohedron  of  hematite.  ^ 

Artif. — Formed  in  crystals  by  making  lime  to  act  at  a  high  temperature  on  silicate  of  titaniunr 
(Ebelmen). 


ANHYDEOUS  OXTDS. 


147 


3.  COMPOUNDS  OF  PEOTOXYDS  AND  SESQUIOXYDS. 

183.  SPINEL. 

Isometric.  Observed  planes:  1,  I,  0,  2,  3-3.  Habit 
octaliedral ;  f.  2,  T,  8,  20.  Faces  of  octahedron  some- 
times convex.  Cleavage  :  octaliedral.  Twins :  f.  50  ; 
composition-face  1. 

ri.=:8.  G.=3-5— 4-1;  3'523,  Haidinger;  3-575,  red 
spinel.  Lustre  vitreous  ;  splendent — nearly  dull.  Color 
red  of  various  shades,  passing  into  blue,  green,  yellow, 
brown  and  black  ;  occasionally  almost  white.  Streak 
wliite.  Transparent — nearly  opaque.  Fracture  con- 
choidal. 

Comp.,  Var. — Consists  of  alLimina  and  magnesia-,  Mg  with  more  or  less  of  the  magnesia 
(yig)  usually  ropla:ed.  by  protoxyd  of  iron  (Fe).  and  sometimes  also  in  part  by  lime  (Ca),  protosyd 
of  manganese  (Mni;  and  the  alumina  in  part  by  sesqnioxyd  of  iron  (Fe).  There  is  thence  a 
gradation  into  kinds  containing  little  or  no  magnesia,  which  stand  as  distinct  species,  viz.:  Her' 
cynite  and  Gahaite.   Mg  Al= Alumina  7 '2,  magnesia  23==  100. 

Yar.  I.  Ruby^  or  Magnesia  Spinel.  'ArWou^f  pt..  'Av'ip.iKa  repl  M'i\rjrov^  Tlieojjhr.  Carbuncuhis 
pt.,  Lychuis  pt.  [rest  ruby  sapphire],  PUn..  xxxvii.  25,  29.  Spiuella,  Carbuuculus  pt.,  Rubinus 
pt..  Garb,  ruber  parvus,  =  Germ.  Spinel,  Bailagius  (a  paUido  colore  videtur  appellasse),  = 
liallas,  Lychnis,  =  G^e?m  Gelbhchter  Rubin.  Aync,  Foss.,  29.'],  Interpr.,  4t;:],  1346.  Rubin  ori- 
entales  octaodrici,  seu  octo  hedris  comprehensi,  qux  modo  trianarula  sunt,  modo  trapezia,  aliquan- 
do  hedrse  oblongae  angulos  solidos  occupant,  etc.,  Cappeler,  Prod.  Crystallogr.  Lucerne,  1723. 
Rubinus  pt.  (Spinell,  Ballas,  Rubicelle),  ITa//.,  Min..  1 15,  1447.  Rubis  spinelle  octaedre  (Spinelle, 
Balais),  de  Lisle,  Crist,  ii.  224,  1783  [by  de  L.  tirst  made  distinct  in  species  from  Ruby  Sapphire]. 
— Clear  red  or  reddish ;  transparent  to  translucent ;  sometimes  subtranslucent.  G.  =  3'52  — 3  .^j?. 
Composition  Mg  Al.  with  httle  or  no  Fe,  and  sometimes  oxyd  of  chrome  as  a  source  of  the  red 
color. 

Varieties  are  denominated  as  follows  :  (a)  Spinel-Ruhy,  deep-red ;  (h)  Balas-Ruby,  rose-red  ;  (c) 
Rubicelle.  yellow  or  orange-red ;  {d)  Alniandine,  violet. 

2.  Ceyloiiite,  or  Iron-Magnesia  Spinel.  Ceylanite  (fr.  the  French  spelhng  of  Ceylon)  Delameih..  J. 
de  Phys.,  xlii.  23,  1793.  Zeylanit  Karsi,  Tab.,  28,  72,  1800.  Pleouaste  K,  Tr.,  1801.  Ceylouit 
Ramra.  Caudite  (fr.  Candy,  Ceylon)  Bourn.— Color  dark-green,  brown  to  black,  mostly  opaque  or 
nearly  so;  G.  =  3'5  — 3-6.  Composition  (Mg,  Fe)  Al  or  (Mg,  Fe)  (Al,  Fe), 

3.  Magnesa-Lime  Spinel?  Color  green.  From  analyses  of  specimens  of  green  spinel  from 
Franklin,  X.  J.,  and  Amity,  N.  Y.,  by  Thomson  (Min.  i.  214),  about  which  it  may  be  right  to  have 
doubts. 

4.  Ghlorospinel,  or  Magnpsia-Ir'm  Spinel.  Chlorospinel  (fr.  Slatoust)  G.  Rose,  Pogg.,  1.  652, 
1850,  Grixhxai  B.  de  Mar ui,  l.s:;:;. — Color  gniss-green,  owing  to  the  presence  of  copper;  G-.= 
3"59l  — 3*594.    Composition  Mg  (Al,  Fe*,  the  iron  being  in  the  state  of  sesquioxyd. 

5.  Picotite  Charpentier,  J.  d.  M.,  xxxii.  1812,  Gilb.  Ann.,  xlvii.,  205.  Chrome-ceijlonite. — 
Contains  over  7  p.  c.  of  oxyd  of  chrome,  and  has  the  formula  (Mg,  Fe)  (Al,  Fe.  €'r).  Color  black; 
lustre  brilliant ;  G.  =  4-08.  The  original  was  from  a  rock  occurring  about  L.  Lherz,  called  Lherzo- 
lite  by  Delametherie  (T.  T.,  ii.  281,  1797),  and  earlier  described  by  Picot  de  la  Peyrouse  (Mem.  Ac. 
Toulouce,  iii.  410).  after  whom  picotite  is  named,  the  constituents  of  which  rock  are  stated  by 
Descloizeaux  (Min.,  L  65)  to  be  chrysolite,  a  brown  infusible  pyroxene-mineral  related  to  hyper- 
sthene,  a  green  fusible  pyroxene,  and  disseminated  grains  (rarely  octahedral  crystals)  of  pic(Aite. 

An.alyses:  1,  2,  Abich  (Pogg.,  xxiii.  305);  3,  Berzelius  (Gehlen's  J.,  vi.  3u4) ;  4,  5,  Thom- 
son (Min.,  i.  214);  6,  C.  Gmelin  (Jahresb.,  iv.  156);  7-10,  Abich  (L  c.) ;  11,  Abich  (Ak.  H., 
Stockh.,  1842,  6);  1 2, '  Sclieeror  (Poo-g.,  Ixv.  294);  13,  Erdmann  (Ak.  H.,  Stockh.,  1843);  14, 
Pisani(C.  R.,  Ixiii.) ;  15,  16,  H.  Rose  (Pogg.,  1,  652);  17,  Damour  (Bull.  G.  Soc,  IL  xix.  413',; 
18,  Hilger  (Jalirb.  Min.,  1866,  399) : 

Al       Fe       Fe     Mg       Ca  Si 

1.  Ceylon,  recZ  69-01    0*71    26-21    2'02,  €r  1 -10  =  99-05  Ab. 

2.  Aker.blue  68-94    3-49    25-72    2-25=100-47  Abich. 

3.  "       "  72-25    4-26    14-63    5-48=96-62  B.  and  H. 
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3Fe 

Fe 

Me- 

Ca 

Si 

4. 

Franklin,  N.  J.,  green 

73-:}l 





13-63 

7-42 

5-62  =  99-98  Thomson. 

5. 

Amity,  K  Y. 

6] -79 





17-87 

10-56 

 CaC  2-80,  H  0-98  =  99-60  T 

6. 

Ceylon,  Ceylonite 

57-20 



20-51 

18  24 



3-15  =  99-ll  Gmelin. 

7. 

Ural,  Pleona-ste 

65-27 



13-97 

17-58 



2-50  =  99-32  Abich. 

8. 

Jvtonzoni,  " 

66-89 



8-07 

23-61 



1-23  =  99-80  Abich. 

9. 

Vesuvius,  " 

67-46 



5-06 

25-94 



2-38  =  100-85  Abich. 

10. 

Iserwiese,  " 

59  66 



19-29 

17-70 



1-79  =  99-17  Abich. 

11. 

Vesuvius,  " 

62-84 

6-15 

3-87 

24-87 



1-83  =  99-56  Abich. 

1*2, 

Arendal,  " 

55-17 

18-33 

17-65 

5  09,  JMn  2  71=9>>  9o  S. 

13. 

Tunaberg,  " 

62-95 

23-46 

13  03 

 =99-44  Erdmann. 

14. 

Auvergne,  " 

59-06 

10-72 

13-60 

17-20 

 =100-58  Pisani. 

15. 

Ural,  chlorospinel 

64-13 

8-70 

26-77 

0  27 

 Cu  0-27  =  100-14  Rose. 

16. 

57-34 

14-77 

27-49 

 Cu  0-62  =  100-22  Rose. 

17. 

L.  Lherz,  Picotite 

55-34 

24-60 

10-18 

1-98,  €r  7-90  =  100  Damour. 

18. 

Hofheim,  " 

53-93 

11-40 

3-85 

23-59 

 €r  7-23  =  100  Hilger. 

Pyr.,  etc. — B.B.  alone  infusible;  red  variety  changes  to  bro-wn,  and  even  black  and  opaque, 
as  the  temperature  increases,  and  on  cooling  becomes  first  green,  and  then  nearly  colorless,  and 
at  last  resumes  the  red  color.  Slowly  soluble  in  borax,  more  readily  in  salt  of  phosphorus,  with 
which  it  gives  a  reddish  bead  while  hot,  becoming  faint  chrome-green  on  cooling.  The  black 
varieties  give  reactions  for  iron  with  the  fluxes.  Soluble  with  difiBculty  in  concentrated  sulphuric 
acid.    Decomposed  by  fusion  with  bisulphate  of  soda  or  potash. 

Obs. — Spiuel  occurs  imbedded  iu  granular  limestone,  and  with  calcite  in  serpentine,  gneiss, 
and  allied  rocks.    It  also  occupies  the  cavities  of  ma  5ses  ejected  from  some  volcanoes. 

In  Ceylon,  in  Siam,  and  other  eastern  countries,  it  occurs  of  beautiful  colors,  as  roUed  pebble?? 
in  the  channels  of  rivers.  Pleonaste  is  found  at  Candy,  in  Ceylon.  At  Aker,  iu  Sweden,  is 
found  a  pale-blue  and  pearl-gray  variety  in  limestone.  Small  black  splendent  crystals  occur  in 
the  ancient  ejected  masses  of  Mount  Somma,  with  mica  and  idocrase ;  also  in  compact  gehlcnite 
at  Monzoni,  in  the  Fassa  valley. 

From  Amity,  N.  Y.,  to  Andover,  K  J.,  a  distance  of  about  30  miles,  is  a  region  of  granular  lime- 
stone and  serpentine,  in  which  localities  of  spinel  abound.  At  Amity  crystals  are  occasionally  16 
in.  in  diameter;  and  one  collected  by  Dr.  Heron  weighs  49  lbs. ;  it  is  in  three  pieces,  and  contains 
cavities  studded  with  crystals  of  corundum ;  colors,  green,  black,  brown,  and  less  commonly  red, 
along  with  chondrodite  and  other  minerals.  A  mile  S.W.  of  Amity,  on  J.  La3'ton's  farm,  is  a 
remarkable  locality;  also  on  W.  Raynor's  farm,  a  mile  N. ;  another  half  mile  N.  affording  grayish- 
red  octahedrons  ;  and  others  to  the  south.  Localities  are  numerous  about  War^-ick,  and  also  at 
Monroe  and  Cornwall,  though  less  favorable  for  exploration  than  those  at  Amity  (form  1,  also  1, 
4,  3-3,  f.  147  ).  Franklin,  N.  J.,  affords  crystals  of  various  shades  of  black,  blue,  green,  and  red, 
which  are  sometimes  transparent,  and  a  bluish-green  ceylonite  variety  here,  has  the  lustre  of 
polished  steel ;  Kewton,  N.  J.,  pearl-gray  crystals,  along  with  blue  corundum,  tourmaline,  and 
Futile  ;  at  B^ram,  red,  brown,  green,  and  black  colors,  along  with  chondrodite  ;  at  Sterling,  Sparta, 
Hamburgh,  and  Vernon,  N.  J.,  are  other  localities.  Light-blue  spinels  occur  sparingly  in  lime- 
stone in  Antwerp,  Jefferson  Co.,  N.  Y.,  2i  m.  S.  of  Oxbow,  and  rose  and  reddish-brown  in  Gou- 
verneur,  2  m.  N.  and  f  m.  W.  of  Somerville,  St.  Lawrence  Co. ;  green,  blue,  and  occasionally  red 
varieties  occur  in  granular  limestone  at  Bolton,  Boxborough,  Chelmsford,  and  Littleton,  Mass. 
Soft  octahedral  crystals  occur  in  "W'arwick,  which  are  pseudoraorphs,  consisting  partly  of  steatite 
or  serpentine.  Good  black  spinel  is  found  in  Burgess,  Canada  West ;  blue  with  clintonite  at 
Daillebout,  C.  E. 

Alt. — Observed  altered  to  steatite,  serpentine,  volknerite,  mica. 

Artif.— Formed  in  crystals  by  heating  a  mixture  of  alumina  and  magnesia  with  boracic  acid, 
and  also,  for  red  spinel,  some  oxyd  of  chrome ;  for  black,  oxyd  of  iron  (Ebelmen) ;  by  using  fluorids 
of  aluminum  and  magnesium  and  boracic  acid,  with  heat  (Deviile  &  Caron) ;  by  action  of  chlorid 
of  aluminum  in  vapor  on  magnesia  (Daubree). 

184.  HERCYNITE.    Hercynit  F.  X.  Zippe,  Min.  Bohm.,  1839.    Hercinite  had  orthogr.  Iron 

Spinel. 

Isometric.    Occurs  massive,  fine  granular. 

H.  =  7'5  — 8.  G.=3-91— 3-95.  Lustre  vitreous,  externally  dull.  Color 
black.  Streak  dark  grayish-green  to  leek-green.  Opaque. 
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Comp. — Fe  Xl=: Alumina  58-9,  oxyd  of  iron  41i=100.  Analysis  by  B.  Quadrat  (Ann.  Cli. 
Pharm.,  Iv.  357) : 

^1  61-17       Mg  2-92       Fe  35-67  =  99-76. 

Pyr.,  etc. — B.B.  infusible.  The  heated  powder  becomes  brick-red,  and  gives  iron  reactions 
With  soda  fuses  only  imperfectly  to  an  olive-green  mass. 

Obs.— From  Ronsberg,  at  the  eastern  foot  of  the  Bolimerwald  Mts. 

Named  from  the  Latin  of  the  Bohemian  Forest,  3Uva  Hercynia  (Phn.,  iv.  25,  28). 

185.  GAHNITE.  Zinc-Spinel.  Automolite  (fr.  Fahlun)  Ekeberg,  Afh.,  i.  84,  1806.  Gahnit  v 
Moll,  Efem.,  iii.  78,  1807.  Spinelle  Zincifere  H.,  TabL,  67,  99,  1809.  Dysluite  (fr.  Sterling, 
N.  J.)  Keating,  J.  Ac.  N.  Sci.,  Philad.,  ii.  287,  1821 ;  Shep.,  Min.,  i.  158,  1832,  ii.  1 76,  l8--;5  ;  Thom- 
sow,  Min.,  i.  220,  1836.  Kreittonite  v.  Eob.,  J.  pr.  Ch.,  xliv.,  99,  184S.  Spinellus  super! us  5re2;!/i., 
Handb.,  623,  1847. 

Isometric.    In  octahedrons,  dodecahedrons,  etc.,  like  spinel. 

H.  =  7'5  — 8.  G.=:4:— 4'6.  Lustre  vitreous,  or  somewhat  greasy.  Color 
dark  green,  grayish-green,  deep  leek-green,  greenish-black,  bluish,  black, 
yellowish,  or  grayish-brown  ;  streak  grayish.    Subtranslucent  to  ojDaque. 

Comp.,  Var.— 2n  ^1,  with  little  or  no  magnesia.  ^  The  oxyd  of  zinc  sometimes  replaced  in 
small  part  by  protoxyd  of  manganese  or  of  iron  (Mn,  Fe),  and  the  alumina  in  part  by  sesquioxyd 
of  iron  (Fe).  Z\i  Al=Alumiua  61-3,  oxyd  of  zinc  38-7  =  100. 

Var.  1.  Automolite,  or  Zmc  Gahniie,  Zn  3cl,  with  sometimes  a  little  iron.  G.=4-l— 4-6.  Colors 
as  above  given. 

2.  Dysluite,  or  Zinc-Manganese-Iron  GaJinite.  Composition  (Zn,  Fe,  Mn)  (^1.  Fe).  Color  yel- 
lowish-brown or  grayish-brown.  G.=4— 4-6.  Form  the  octahedron,  or  the  same  with  truncated 
edges. 

3.  Kreitionniie,  or  Zinc-Iron  GaJmite.  Composition  (2n,  Fe,  ]\Ig)  (Al,  iPe\  Occurs  in  crystals, 
and  granular  massive.  H.=7  — 8.  G.=4-48  — 4"89.  Color  velvet  to  greenish-black;  powder 
grayish-green.  Opaque. 

Analyses:  1,  Ekeberg  (Gehlen's  K  J.,  v.  418);  2,  3,  Abich  (Ak.  H.  Stockh.,  1842,  6);  4,  F.  A. 
Genth  (Am.  J.  Sci.,  II.  xxxiii.  196) ;  5,  Thomson  (Min.,  i.  221);  6,  v.  Kobell  [\.  c): 


^1 

Fe 

Fe 

Mg 

Mn 

Zn 

Si 

1. 

Fahlun,  Automolite 

60-00 

9-25 

ir. 

24-25 

4-75-98-25  E. 

2. 

55-14 

5-85 

5-25 

ir. 

30-02 

3  84=100-10  A. 

3. 

Franklin,  K  J.  " 

57-09 

4-0  5 

'2-22 

tr. 

34-80 

1-22  =  99-38  A. 

4. 

Canton  mine  " 

53-37 

6-68 

3-01 

3-22 

0-20 

30-27 

2-37,  On  1-23  =  100-35  G. 

5. 

Sterling,  N".  J.,  Dysl. 

30-49 

41-93 

7-60 

16-80 

2-H7,  H  0-4U  T. 

6. 

Bodenmais,  Kreitt. 

44-66 

16-63 

3-()5 

1-30 

2400 

Insol.  10  =  99  64  K. 

Pyr..  etc. — A  coating  of  oxyd  of  ziuc  when  treated  with  a  mixture  of  borax  and  soda  on  char- 
coal.   Otherwise  like  spinel. 

Obs. — Automolite  is  found  at  Fahlun,  Sweden,  in  talcose  schist;  at  Franklin.  N.  Jersc}',  with 
franklinite  and  willeraite  ;  at  the  Canton  mine,  Ga.  (of  the  form  1,  i) ;  Dyduiie  at  Sterling,  N.  J. ; 
Kreittonite  at  Bodenmais  in  Bavaria. 

j^amed  after  the  Swedish  chemist  Gahn.  The  name  Automolite,  of  Ekeberg,  is  from  <ivT6n„\ac,  a 
deserter,  alluding  to  the  fact  of  the  zinc  occurring  in  an  unexpected  place.  Von  AloU  objec+ed  to 
such  an  idea  in  nature,  and  named  the  species  the  next  year  after  Gahn,  the  discoverer.  His 
name  is  here  applied  to  the  whole  group  of  zinc  spinels,  and  automohte  retained  for  the  special 
variety  so  named. 

186.  MAGNETITE.  'Hpa-cX^ia  ySoi  (fr.  Heraclea,  in  Lydia)  Gr.  [At'S.?]  uiSr^oov  ay,va,i,  Tlieophr. 
Not  nayvriTii  \iQui  [=Talc]  TheopJiT.  Mayi/»K  \iQ  i  Dioscor.,  v.  147.  Magnes,  Sideritis,  Heraclion, 
Plin.,  xxxvi.  25  ;  Id.,  Germ.  Siegelstein  Agric,  Foss.,  243,  466.  (1)  Minera  ferri  nigricans,  mag- 
ueti  arnica,  (2)  Magnet,  (3)  Jern  Sand,  Wall,  256,  262,  174G.  Minera  Ferri  attractoria.  Mag- 
net, Cronst,  184,  1758.  Magnetischer  Eisenstein  (inch  Eisensand)  Wern.  Magneteisenstein, 
Magneteisenerz,  Germ.  Magnetic  Iron  Ore ;  Octahedral  Iron  Ore.  Fer  oxydule  H.  Oxydulated 
Iron.    Magnetite  Haid.,  Handb.,  551,  1845. 
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Isometric.     Observed  planes,  0,  1,1,       2,  3-3,  10-10,  16-16,  3-|,  5-f, 
Figs.  2  and  3,  common,  also  4,  5,  6,  7,  8,  7  +  8, 19,  19  +  2;  fig.  149 
IS  a  distorted  dodecahedron.    Cleavage :  octahedral,  perfect  to  imperfect. 


¥-3. 


U7a 


148 


149 


Haddam. 


Achmatovsk. 
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Dodecahedral  faces  commonly  striated  par- 
allel to  the  longer  diagonal  (f.  149).  Twins 
like  f.  50 ;  also  in  dendrites,  branching  at 
angles  of  60°  (f.  150),  indicating  composition 
parallel  to  a  dodecahedral  face.  Massive, 
structure  grannlar — particles  of  various  sizes, 
sometimes  impalpable. 

H.rzr5-5-6-5.  G.=:4-9-5-2;  5-168— 
5*180,  crystals,  Kenngott,  and  5*27  after 
long  heating.  Lustre  metallic — submetallic. 
Color  iron-black  ;  streak  black.  Opaque  ; 
but  in  very  thin  dendrites  (f.  150)  in  mica 
sometimes  transparent  or  nearly  so  ;  and 
varj^ing  from  almost  colorless  to  pale  smoky- 
brown  and  black.  Fracture  subconclioidal. 
Strongly  magnetic,  sometimes  possessing  polarity. 

Comp.j  Var.—Fe  ¥e= Oxygen  21-6,  iron  72-4=100;  or  sesqnioxyd  of  iron  G8-97,  protoxyd 
31-0;^  =  100.  The  iron  sometimes  replaced  in  small  part  by  magnesia.  Also  sometimes  titanifer- 
ous.  E,  Sochting  obtained  from  the  magnetite  of  Pfitsch  valley  (Pogg.,  cxxvii.  172)  30-94:  Fe ; 
and  D.  Finkler,  from  the  same,  30-75  Fe. 

Var.  1.  Ordinary,  (a)  In  crystals.  (&)  Granular,  coarse  or  fine,  (c)  As  loose  sand.  Koks- 
charof  figures  the  above  dodecahedral  form  modified  by  planes  0,  1,  3-3,  54;  and  another  with 
the  same,  and  also  V-"^,  both  from  Achmatovsk,  Urals. 

•2.  Magnesian  (Fe,  Mg)  3Pe.  (Talk-eiseuerz  Breith.,  Schw.  J.,  Ixviii.  287,  1833.)  G.=4-41 — 4-42; 
lustre  submetallic ;  weak  magnetic ;  from  Sparta,  X.  J.,  in  crystals,  BreWi.  Prof  Andre^ys  found 
in  ore  from  the  Mourne  Mts.,  Ireland  (Ch.  Gaz.,  379,  ]85-2j,  Fe  71-41;  Fe  21-59,  Mg  6-45.  An 
octahedron  from  Eisenach  gave  Rammelsberg  (Min.  Ch.,  158)  J?e  69*88,  Fe  27-88,  Mg  l-2o,  Ti  0-10. 

3.  Tlianiferous.  Octahedrons  from  Meiches,  in  the  Yogelsberg,  afforded  A.  Knop  (Ann.  Ch. 
Pharm  ,  cxxiii.  348^  3Fe  21'75.  Fe  51-29,  Ti  24-95,  Mn  1-75,  which  corresponds  to  (Fe,  Mn)  +  4  Fe 
Ti  +  ^  Pe=(Fe,  Mn)  +  (Fe,  Ti)- 0^  and  hence  differing  from  is»:'rine  in  coming  under  the  general 
formula  of  magnetite  instead  of  that  of  hematite.  Magnetite  from  Ytterby  afforded  J.  A.  Michacl- 
sou  (J.  pr.  Ch.,  xc.  107)       68*54,  Fe  30-18,  Ti  2-03  =  1()0*75. 

4.  Ochreous.  (Eisenmulm  Germ.)  Black  and  earthy.  A  kind  from  n^ar  Siegen  afforded  F.  A. 
Geuth,  as  a  mean  of  3  anal.  (Ann.  Ch.  Pharm.,  Ixvi.  277),  Pe  66-20,  Fe  13*87,  Mn  17-00,  Cu  O-QU, 
sand,  etc.,  l-75  =  98*91  =  (Fe  Aln)  Fe.  G.=3-7(). 


shining 


In  mica,  Pennsbury 

Brittle. 
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5.  From  the  r.ornial  proportion  of  Fe  to  Fe,  1:1,  there  is  occasionally  a  wide  variation,  and 
thus  a  gradual  passage  to  the  sesquioxyd  (te);  and  this  fact  may  be  regarded  as  evidence 
that  the  octahedral  ^e,  niartite,  is  only  an  altered  magnetite.  Schwalbe  has  found  {Z6.  uat.  Ver. 
Halle,  xx.  198)  in  two  magnetites  from  Landu,  in  Bengal,  India: 

3Fe  Fe        Mg        Ca        Si        ^1  3Fe  Fe 

1.  69-27       29-48       0-49       0  05       0-28       0-03  =  99T.O  3    :  I  nearly. 

2.  80-90       11-97       0-17       0-38       0-18       0-22  =  99-82  3^  :  1 

Xo.  1  was  polar  magnetic  and  columnar ;  2,  granular,  and  not  polar-magnetic.  Yon  Kobell  has 
found  in  the  CA'hndrieal  magnetite  of  Schwarzenstein,  in  the  Zillerthal,  the  ratio  4  :  3;  and  the 
same  in  an  ore  from  Arendal.  Gr.  T\'inkler  found  in  a  specimen  from  the  Ptitsch  valley,  Fe  19-60, 
3Pe  T9-6G,  giving  the  ratio  2:1;  but  this  is  not  confirmed  by  the  later  analyses  given  above. 

Pyr.,  etc. — B.B.  very  difficultly  fusible.  In  O.F.  loses  its  iuiiuence  on  the  magnet.  With 
the  tiuxes  reacts  hke  hematite.    Soluble  in  muriatic  acid. 

Obs, — Magnetite  is  mostly  confined  to  crj^stalline  rocks,  and  is  most  abundant  in  metamorphic 
rocks,  though  found  also  in  grains  in  eruptive  rocks.  In  the  Azoic  rocks  the  beds  are  of 
immense  extent,  and  occur  under  the  same  conditions  as  those  of  hematite  (  see  p.  142).  It  is  an 
ingredient  in  most  of  the  massive  variety  of  corundum  called  emery.  The  earthy  magnetite  is 
found  in  bogs  hke  bog-iron  ore. 

The  beds  of  ore  at  Arenlal,  and  nearly  a-U  the  celebrated  iron  mines  of  Sweden,  consist  of 
massive  magnetite;  Dannemora  and  the  Taberg  in  Smaoland  are  entirely  formed  of  it.  Still 
larger  mountains  of  it  exist  at  Kurunavara  and  Gelivara,  in  Lapland.  Fahlun  in  Sweden,  and 
Corsica,  aftbrd  octahedral  crystals  (f.  2).  imbedded  in  chlorite  slate.  Splendid  dodecahedral 
crystals  occur  at  Xormark  in  \Vermland.  The  most  powerful  native  magnets  are  found  in  Siberia, 
and  in  the  Harz ;  they  are  also  obtained  on  the  island  of  Elba. 

In  X.  America,  it  constitutes  vast  beds  (some  scores  of  feet  thick)  in  the  Azoic,  in  the  Adiron- 
dack region,  Warren,  Essex,  and  Chnton  Cos..  in  Xorthera  X.  York,  while  in  St.  Lawrence  Co  the 
iron  ore  is  mainly  hematite ;  also  similarly  in  Canada,  in  Hull,  Grenville,  Madoc,  etc. ;  and  at  Corn- 
wall in  Pennsylvania,  and  at  Magnet  Cove,  Arkansas.  It  occurs  also  in  Y.  Yo/  k,  in  Saratoga, 
Herkimer,  Orange,  and  Putuam  Cos.;  at  O'Xeil  mine,  Orange  Co.,  in  crystals  \f.  1.  2,  3,  5,  G). 
In  JIaiat,  Eaymond,  Davis's  Hill,  in  an  epidotic  rock ;  at  Marshall's  island,  masses  strongly 
magnetic.  In  Y.  Hampsliire.  at  Franconia,  in  epidote  and  quartz  ;  at  Swauzey  near  Kcene,  and 
Laiity.  In  Vermont^  at  Marlboro',  Rochester,  Bethel,  and  Bridgewater.  in  cr3'stals  (f  I  1  )  in  chlo- 
rite slate.  In  Conn.,  at  Haddam,  in  crystals  (f.  4,  8,  149).  etc.  In  Y.  Jersey,  at  llnmuurg.  near 
Franklin  furnace.    In  at  Goshen,  Chester  Co. ;  at  Webb's  mine,  Columbia  Co. :  in  d.^udritic 

delineations  (f.  150)  forming  hexagonal  figures,  in  mica  at  Pennsbury  and  Xew  Providence.  In 
Maryland,  at  Deer  Creek.  In  California,  in  Sierra  Co.,  abundant,  massive,  and  in  crystals  ;  in  Pluvaas 
Co. ;  Mariposa  Cp..  east  of  the  Mariposa  estate,  on  the  trail  to  the  Yosemite ;  Placer  Co.,  Utt's 
ranch;  Los  Angeles  Co.,  at  Canada  de  las  Uvas;  El  Dorado  Co.,  near  the  Boston  copper  mine,  in 
Oct.,  and  at  the  El  Dorado  Excelsior  copper  mine.  In  Canada,  at  Sutton,  in  crystals ;  Bromet, 
etc.    In  Y.  Scoiia,  Digby  Co,  Xichol's  Mt..  in  fine  crystals. 

Xo  ore  of  iron  is  more  generally  ditlused  than  the  magnetic,  and  none  superior  for  the  manu- 
facture of  iron.  It  is  easily  distinguished  by  its  being  attracted  readily  by  the  magnet,  and  also 
by  means  of  the  black  color  of  its  streak  or  powder,  which  is  some  shade  of  red  or  brown  in 
hematite  and  liraonite.  The  ore  when  pulverized  may  be  separated  from  earthy  impurities  by 
means  of  a  magnet,  and  machines  for  this  purpose  are  in  use. 

Xamed  from  the  loc,  JIajna-iia,  bordering  on  Macedonia.  But  Pliny  favors  Xicander's  derivation 
froai  Magnes,  who  first  discovered  it,  as  the  fable  runs,  by  finding,  on  taking  his  herds  to  pasture, 
that  the  nails  of  his  shoes  and  the  iron  ferrule  of  his  start"  adhered  to  the  ground. 

Ait. — By  deoxydation  through  organic  matter  changed  to  protoxyd,  which  may  become  a  car- 
bonate or  siderite.    By  oxydation  becomes  sesquioxyd  of  iron  or  hematite. 

Artif. — Formed  in  crystals  by  the  action  of  chlorhydric  acid  on  the  sesquioxyd  heated,  producing 
a  partial  deoxydation  (Devillei;  by  decomposition  of  the  sesquioxvd  with  boracio  acid  (Deville 
and  Caron,  Ann.  Ch.  Phys.,  lY.  v.  108). 

I S5A.  Dirnagnetite  of  Shepard  (Am.  J.  Sci.,  II.  xiii.  392)  appears  to  be  a  magnetite  pseudomorph. 
The  slender  rhombic  prisms  occur  upon  a  surface  which  is  covered  with  small  cubo-octahedrons, 
dodecahedrons,  and  cubo-dodecahedrons  of  magnetite,  and  some  small  irregular  cavities  in  the 
dimagnetite  crystals  contain  similar  crystals;  moreover  no  ditYerence  of  lustre  is  perceived  in  a 
fractured  surface  of  the  magnetite  and  dimagnetite.  The  spev.-ie>  imitated  in  the  pseudomorph  is 
probably  Licvrite.  The  angle  of  the  prism  varies  between  11 U  and  115",  according  to  the 
autnor's  measurements  (Shepard  gives  the  angle  130  ).  One  crystal  gave  approximately  111)' 
and  70  ;  another  114'  20'  and  05'  40  ;  another  1 12'  and  68',  and  the  obtuse  edge  was  bevelled 
in  this  last  crystal  by  planes  [i-^)  inclined  to  the  larger  ones  at  an  angle  of  about  loO^'.  The 
faces  are  even  but  not  very  bright.    From  Monroe,  Orange  Co.,  X.  Y. 
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187.  MAGNESIOFERRITE.    Magnoferrit  i?aw7n.,  Pogg.,  cvii.  451,  1859.  Magneferrit 
Kenng.,  Ueb.  J.,  1859,  98,  186u. 

Isometric.    In  octahedrons,  and  octahedrons  with  truncated  edges  (f.  8) 
H.  =  6  — 6'5.    G.  — 4:"568— 4"654:.    Lustre,  color,  and  streak  as  in  mag- 
netite.   Strongly  magnetic. 

Comp. — Mg  ¥e=Magnesia  20,  oxyd  of  iron  80=100;  but  the  crystals  usually  intersected  by 
hematite  in  innumerable  very  thin  laminte,  parallel  to  the  octahedral  faces.  Analyses  :  1-5, 
Rammelfaberg  (Pogg.,  cvii.  451,  Min.  Chem.,  160): 


iFe 

Mg 

Cu 

1. 

Vesuvius,  erupt,  of  '55 

86-96 

12-58 

 =99-54 

2. 

85-00 

13-69 

0-G0  =  99-29 

3. 

((  u 

85-05 

13-95 

1-01  =  100-01 

4. 

"      older  erupt. 

u  u 

84-20 

16-00 

 =  100-20 

5. 

84-35 

15-6o 

 =100 

Regarding  a.  fourth  of  the  sesquioxyd  of  iron  as  a  mixture,  the  results  give  Rammelsberg  the 
above  formula.  For  the  purpose  of  analysis,  the  magnesioferrite  was  separated  from  the  mixed 
hematite  by  means  of  a  magnet. 

Pyr.,  etc. — B.B.  like  hematite.    Difficultly  soluble  in  muriatic  acid. 

Obs.— Formed  about  the  fumarolos  of  Vesuvius,  and  especially  those  of  the  eruption  of  1855, 
as  observed  by  Soacchi,  who  particularly  described  the  crystals  and  their  associations.  The  lamince 
of  hematite  intersecting  the  octahedrons  have  rhombohedral  planes  on  their  edges.  Crystals  of 
hematite  occur  at  the  same  fumaroles 

Rammelsberg  first  detected  the  magnesian  nature  of  the  crystals,  and,  in  allusion  to  it,  named 
the  species  rnagnoferrite.  But  magno  has  its  own  difierent  signification  in  Latin ;  and  the  word 
should  be  magnesioferrite. 

Artif. — Formed  in  crystals  by  heating  together  Fe  and  Mg,  and  subjecting  to  the  action  of 
chlorhydric  acid  vapor  (DeviUe). 

188.  FRANKLINITE,    BertJder,  Ann.  d.  M.,  iv.  489,  1819. 

Isometric.  Observed  planes:  1,  7",  0,  2,  2-2.  Figs.  2,  7,  8,  common. 
Cleavage  :  octahedral,  indistinct.  Also  massive,  coarse  or  fine  granular  to 
compact. 

K.  —  5-6  —  6'D.  G. =5*069,  Thomson  ;  5*091,  Haidinger.  Lustre  metallic. 
Color  iron-black.  Streak  dark  reddish-brown.  Opaque.  Fracture  con- 
choidal.    Brittle.    Acts  slightly  on  the  magnet. 

Comp.— (Fe,  Zn,  ^In),  {¥e,  Sfn).  Analyses:  1,  Berthier  (L  c.);  2,  Thomson  (Min.,  i.  438);  8, 
Abich  (Pogg.,  xxiii.  342) ;  4,  5,  G.  J.  Dickerson  (C.  T.  Jackson's  Rep.  o  ■  X.  J.  zinc  mines) ;  6,  G. 
J.  Brush  (Am.  J.  Sci.,  II.  xxix.  371) ;  7,  Steflens  (B.  H.  Ztg.,  xix.  463) ;  8,  J.  A.  Dahlgreu  (ib.) ;  9, 
Rammelsberg  i^Pogg.,  cvii.  312);  10,  v.  Kobell  (J.  pr.  Ch.,  xcviil  129): 


3Pe  Mn  2u 

1.  New  Jersey  66  16  17  =  99  Berthier. 

2.  "  66-10  14-96  17-43,  Si  0-20,  H  0-56  =  99-25  Thomson. 

3.  "  68-88  18-17  10-81,  "  0-4  0,  ^1  0-73  =  98-99  Abich. 

4.  "  66-0^  12-24  21-39,  "  0-29  =  100  Dickerson. 

5.  "  66-12  11-99  21-77,  "  0-13  =  100  Dickerson. 

6.  "  65-05  14-7^  23-30,  insol.  0-30=  1 03-1 2  Brush. 

7.  "  66-08  12-24  21-40,  Si  0-28=100  Steffens. 

8.  "  66-11  11  99  21-77,  "  0-13=100  Dahl. 

9.  "  64-51  13-51  25-30=103-52  Raram. 

10.  "  66-20  12-42  21-00,  ^1  0-8o  =  100-42  Kobell. 


Von  Kobell  states  that  the  mag-netic  character  of  the  mineral  shows  that  the  iron  is  partly  prot- 
oxyd;  and  he  deduces  from  his  analysis  (1.  c),  for  the  most  probable  composition,  Fe  58-36,  Md 
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7-75._^l  0  80,  Fe  7'06,  :^'ru  3-4S,  2n  21,  with  mixed  0'T9=99-24,  eorrespondino-  to  the  formula 
Mu  Mu-fz  Fe  Fe  +  5  Zn  Fe=Sesquioxyd  of  iron  5S-99,  id.  of  manganese  8--;2,  protoxyd  of  iron 
1-58,  id.  of  manganese  3-74,  oxyd  of  zinc  21-37  =  100.  Rammelsberg,  in  his  most  recent  paper 
(Pogg.,  cxxx.  146,  1 8G7 )  adopts  essentially  the  same  view.  The  evolution  of  chlorine  in  the  treatment 
of  the  mineral  is  attributed  by  v.  Kobell  to  the  presence  of  a  little  Mn  (O'NO  p.  c. )  as  mixture, 
which  Rammelsberg  observes  may  have  come  from  the  oxydation  of  some  of  the  protoxyd  of  man- 
ganese. 

Pyr.,  etc. — B.B,  infusible.  With  borax  in  O.F.  gives  a  reddish  amethystine  bead  (manganese), 
and  in  R.F.  this  becomes  bottle-green  liron)  "With  soda  gives  a  bluish-green  manganate,  and  on 
charcoal  a  faint  coating  of  oxyd  of  zinc,  which  is  much  more  marked  wjien  a  mixture  of  borax  and 
soda  is  used.    Soluble  in  muriatic  acid,  with  evolution  of  a  small  amount  of  chlorine. 

Obs. — Occurs  iu  cubic  crystals  near  Eibach  in  Xassau ;  in  amorphous  masses  at  Altenberg,  near 
Aix  la  Chapelle. 

Abundant  at  Hamburg,  N.  J.,  near  the  Franklin  furnace  (whence  the  name  of  the  species),  with 
red  oxyd  of  zinc  and  garnet,  in  granular  limestone  ;  also  at  Stirling  Hih,  ni  the  same  region,  where 
it  is  associated  with  willemite.  in  a  large  vein,  in  which  cavities  occasionally  contain  crystals  from 
one  to  fotir  inches  iu  diameter. 

Artif. — Formed  in  crystals  by  action  of  perchlorid  of  iron  and  chlorid  of  zhic  on  lime,  with  heat 
(Daubree). 

189.  CHROMITE.  Fer  chrornate  alumine  (fr.  Yar)  Vauq.,  Bull.  Soc.  Philom.  1800,  55,  57. 
Eisenchrom  (fr.  Ural)  Meder,  Crell's  Ann.,  1798,  i.  500  ;  KarsL  Tab.,  56,  79.  1800,  74,  1808.  Fer 
chrornate  K,  Tr.,  iv.  1801.  Chromate  of  Iron,  Chromic  Iron,  Chromiron.  Chromsaures  Eiseu, 
Chromeisenstein,  Germ.  Eisenchrome  Beud.,  1882.  Siderochrome  Ilv.ot^  i.  287,  1841.  Chro- 
moferrite  Chajrm.,  Min.,  1843.    Chromit  Haid.,  Handb.,  550,  1845. 

Isometric.  In  octahedrons  (f.  2).  Commonly  massive;  structure  fine 
granular,  or  compact. 

II.  =  5'5.  G. =4*321,  crystals,  Thomson;  4*1:98,  a  variety  from  Styria  ; 
4'568,  Texas,  Pa.  Lustre  submetallic.  Streak  brown.  Color  between 
iron-black  and  brownish-black.  Opaque.  Fracture  uneven.  Brittle. 
Sometimes  magnetic. 

Comp.— Fe  €r,  or  (Fe,  Mg,  Cr)  (Al,  Fe,  £r).  Fe  €'r=Oxyd  of  iron  32,  oxyd  of  chromium  68 
---100.  Analyses:  J,  2,  Seybert  (Am.  J.  Sci..  iv.  321);  3,  4,  Abich  (Pogg.,  xxiu.  33:i):  5,  6, 
Laugier  (Ann.  Mus.  d'llist.  N..  vi.);  7,  8,  T.  S.  Hunt  (Logan's  Rep.  G.,  Canada.  1849);  9.  Moberg 
(J.  pr.  Ch.,  xliii.  119);  lu,  A.  Rivot  (Ann.  Ch.  Phys.,  III.  xxx.  202);  11,  C.  Bechi  (Am.  J.  6ci.  XL 
xiv.  62) ;  12,  13,  Starr  and  Garrett  ',Am.  J.  Sci.,  11.  xiv.  45) : 


Fe 

Mg 

^1 

Si 

1. 

Chester  Co.,  Pa. 

35-14 

51-56 

9-72 

2-911  =  99-32  Sevbert. 

2. 

Baltimore 

3IJ-00 

39-51 

13-00 

10-60  =  99-1 1  Sevbert. 

3. 

massive 

18-97 

9-96 

44-91 

13-85 

0-83  =  9^-2.^  Abich.  * 

4. 

"  cryst. 

20-13 

7-45 

6t)-U4 

11-85 

 =9i»-45  Abich. 

5. 

Siberia 

24- 

53- 

11- 

1-    Mn  1  =100  Laugier. 

6. 

Roraas 

23-n6 

5-36 

54-08 

9-»2 

4-83  =  98-95  Laugier 

7. 

Boltou,  Canada 

35-68 

15-03 

45-90 

3-20 

 =  99-8  1  Hunt. 

8. 

L.  Memphrauiagog 

21-:^8 

18-13 

49-75 

11-30 

 =l()l)-4C)  Hunt. 

9. 

Beresof 

18-42 

6-68 

64-17 

10-,>3 

0-91  =  101-01  Mol.erg 

10. 

Baltimore 

3()-,)4 

63-37 

1-95 

2-21    Ca  2-02  =  ;>9-oO  Rivot. 

11. 

A^oUerra.  Tuscany 

33-93 

4  2-13 

19-84 

4-75  =  100-i;5  Bechi. 

12. 

Chester.  Pa. 

Fe  3>-95 

60-S4 

0-93 

0-62.  Xi  0-10  Starr. 

1 3.  Texas,  Pa. 

-•  38-66 

63-38 

  "  2-^6  Garrett. 

"With  some  titanic  acid  ? 


.  In  Moberg's  analysis  the  chromium  is  supposed  to  be  partly  protoxyd.  giving  the  formula  (Fe, 
-''^Ip-...^'^)  (^'I'l  ^b-  Garrett's  analysis  of  the  Texas  ore  corresponds  to  Fe  ^6r  93;16  +  Fe  Fe  u-59-H 
Xi  Pe  7-15.  In  grains  that  were  magnetic.  Garrett  found  €"r  41-55,  Fe  62*02,  Si  1-25,  correspond 
lug  to  Fe  €r  61-07 +Fe  Fe  36-64+ Si  l-25  =  lUO-96  (loc.  citj. 
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Pyr.,  etc.— B.B.  in  O.F.  infusible ;  in  E.F.  slightlj^  roiinded  on  thv  edges,  and  becomes  magnetic, 
With  borax  and  salt  of  phosphorus  gives  beads,  which,  while  hot,  shew  only  a  reaction  for  iron, 
but  on  cooling  become  chrome-green ;  the  green  color  is  heightened  by  fusionon  charcoal  wth 
metallic  tin. 

Kot  acted  upon  by  acids,  but  decomposed  by  fusion  with  bisulphate  of  potash  or  soda. 

Ob:. — Occurs  in  serpentine,  forming  veins,  or  in  imbedded  masses.  It  assists  in  giving  the 
variegated  color  to  verde-antique  marble. 

Occurs  in  the  Gulsen  n.ouutaius.  near  Kraubat  in  Syria;  in  crystals  in  the  islands  of  Unst  and 
Fctlar,  in  Shetland;  in  the  province  of  Drontheim  in  Norway;  in  the  Department  du  Yar  in 
France;  in  Silesia  and  Bohemia;  abundant  in  Asia  Minor  (Am,  J.  Sci.,  II.  vii.  285);  in  the 
Eastern  and  Western  Urals  ;  in  jSTew  Caledonia,  affording  ore  for  commerce. 

At  Baltimore,  Md.,  in  the  Bare  Hills,  in  large  quantities  in  veins  or  masses  in  serpentine ;  also 
in  Montgomery  Co.,  6  ra.  north  of  the  Potomac;  at  Cooptown,  Harford  Co.,  and  in  the  north  part 
of  Cecil  Co.,  Md.  In  Pennsylvania,  in  W.  Goshen  (crystals),  Nottingham,  Mineral  Hill,  and  else- 
wiiere ;  Chester  Co.,  near  Unionville,  abundant;  at  Wood's  Mine,  near  Texas,  Lancaster  Co., 
very  abundant.  Massive  and  in  crystals  at  Hoboken,  N.  J.,  in  serpentine  and  dolomite;  in  tlie 
south-western  part  of  the  town  of  New  Fane,  and  in  Jay,  Troy,  and  Westfield,  Yt. ;  Chester  and 
Blanford,  Mass. ;  on  I.  a  Yache,  near  San  Domingo;  at  Bolton  and  Ham,  Canada  East.  In  Cali- 
fornia, in  Monterey  Co. ;  also  Santa  Clara  Co.,  near  the  N.  Ahnaden  mine. 

This  ore  aflbrds  the  oxyd  of  chrome,  used  in  painting,  etc.  Tiie  ere  employed  in  England  is 
obtained  mostly  from  Baltimore,  Drontheim,  and  the  Shetland  Isles;  it  amounts  to  about  2,000 
tons  annually. 

Irite  Ilej-m.,  J.  pr.  Ch.,  xxiii.  216,  1841,  was  described  by  Hermann  as  occurring  in  the 
Urals  m  black  shining  octahedrons,  with  G.  =  6'506,  and  as  consisting  of  Iridium  56"04,  osmium 
9*53,  iron  9'72,  chromium  9'40,  traces  of  manganese,  with  a  loss  of  lo*25,  which  he  reckoned  as 
oxygen.  ■  But  Claus  has  shown  that  the  mineral  is  only  a  mixture  of  iridosmine,  chromite,  etc., 
and  sustains  this  by  a  mechanical  examination  of  the  substance  obtained  by  Hermann  s  method 
of  separation  (J.  pr.  Ch.,  Ixxx.  285). 

190.  URANINITE.  Schwarz  Beck-Erz  (fr.  Joach.)  Brdckm.,  Magn.  Dei,  204,  1727.  Beck- 
Blande=Pseudogalena  picea  pt.  [rest  (?  all)  pitch-like  Zinc-blende]  Wall.,  249,  1747.  Swart 
Blende =Pechblende  (fr.  Saxony,  etc)  pt.  [id.]  Cronst,  198,  1758.  Pseudogalena  nigra  com- 
pacta,  Pechblende  (fr,  Joach  and  Joh.),  Be  Born,  Lithoph.,  133,  1772.  Pechblende,  Eisen- 
pecherz  [put  under  Iron  Ores]  Wtrn.,  Bergro.  J..  1789.  Uranerz  (fr.  Joach.)  Klapr.,  Mem.  Ac. 
Berl.,  1786-87,  160,  pub.  in  1792,  Beitr.,  ii.  197,  1797  (discov.  of  metal  uranium^  Pecherz 
Karst,  Tab.,  56,  1800.  Urane  oxydule  iT..  Tr.,  1801.  Uranpecherz,  Pechuran,  Germ.  Pitch- 
blende, Protoxyd  of  Uranium.  Uranatemnite  Chapm.,  Pract.  Min,,  148,  lb 53,  U ramn  Ilaid.i 
Handb.,  549,  1845, 

Schweruranerz  (fr.  Przibram)  Breith.,  Handb.,  903,  1847.  Ccracite  (fr.  L.  Snp.)ie  Conte,  Am* 
J.  Sci.,  II.  iii.  117,  173,  1847.  Kristallisirtes  Uranpecherz  (^r. 'Norway)  Th.  Sdieeo-er,  Fogg., 
Ixxii.  570,  1847  =  Uranoniobit  Berm.,  J.  pr.  Ch.,  Ixxvi.  r,26.  1859. 

Isometric.  Observed  forms:  f.  2,  7,  8.  Usually  massive  and  botrvoidal; 
also  in  grains :  structure  sometimes  columnar,  or  curved  lamellar. 

H.  =  5'5.  G.  =  6-l— S.  Lustre  submetallic,  to  greasy  or  pitch-like,  and 
dull.  Color  grayish,  gi'eenish,  brownish,  velvet-black.  Streak  brownish- 
black,  grayish,  olive-gi-een,  a  little  shining.  Opaque.  Fracture  conchoidal, 
uneven. 

Comp.,  Var.— U  ir,  Ramm.=Protoxyd  of  uranium  32-1,  sesquioxyd  67-9  =  100;  but  analyses 
varv  much  in  their  results  through  mixtures  with  other  substances. 

Yar,  1.  Cri/aiallized.  Color  pure  black  ;  G.  =  6-7l.  Occurs  in  Norway.  It  is  Hermann's  Urano- 
niobite. 

2,  Ordinary  raassive.  G,  =  6-4— 7-0.  Breithaupt  found  in  11  trials  of  the  ore  from  Joh ann- 
georgenstadt  and  Schnoeberg  (the  heaviest  from  the  latter  place)  G.  =  6-44— 6-9:^4.  with  one  at 
5-625.  A  specimen  from  the  former  locality  gave  F.  Marian  7-08  — 7-23  ;  and  one  from  Joachimsthal 
gave  Hermann  (anal.  5)  6-97.  The  Przibram  ore  {Schweruranerz)  gave  Breithaupt,  in 4  trials,  G.= 
7-968-8-025. 
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o.  Coracite.  Coracite  is  probably  pitchblende  mixed  with  some  gumniite  (tiie  hydrous  ore).  Jt 
is  pitch-black  in  color,  and  atfords  a  grayish  powder  ;  <j.  =  4':]T8,  Le  CoQte.  In  Whitney's  analysis 
(Xo.  S)  he  obtained  1  o-92  p.  c.  ol"  carbonate  of  hme.  which  accounts  for  tlie  low  specific  gravity. 
The  lime  was  separated  by  Genth,  as  far  as  possible,  before  making  his  analysis  (^No.  9).  Gentb 
found  the  oxygen  ratio  for  the  U  and     nearly  1  to  4. 

Haidiuger's  name  is  retained  for  the  species,  with  the  addition  of  the  terminal  syllable  itA. 
Chapman's  has  precedence;  but  it  is  badly  made,  its  derivation  requiring  the  form  Uraaaiom-U 
and  moreover,  until  crystals  are  known  and  found  to  be  ^^ithout  cleavage,  or  until  crystals  are 
proved  to  be  an  impossibility,  it  cannot  be  asserted  that  the  species  is  undeavable. 

Analyses:  1,  Klaproth  (Beitr.,  ii.  I9Tj;  2,  Raum:elsberg  iPouv..  lix.  35.  and  Miu.  Ch..  175);  3, 
Thever  (Ramm.  Min.  Ch.,  175) ;  4,  Ebelmen  (  Ann.  Ch.  Phvs..  l^ i  ;.  498) ;  5,  Hermann  ^.T.  pr.  Ch., 
Ixxvi.  3-i6);  6,  Pfaff  (Schw.  J.,  xxxv.  326);  T,  v.  Hauer  (Jahrb.  G.  Reiclis.,  1853.  197);  8,  Whi^ 
ney  (Am.  J.  Sci.,  U.  vii.  434) ;  9,  Genth  (ib.,  xxiii.  421; ;  lu,  Scheerer  (Fogg.,  Ixxii.  561)  : 


U  ^     Fe  Ca 

Mg 

1. 

Joachims  thai 

86-5  2-5   

2. 

79-15    3-90  2-81 

0-4i3 

3. 

it 

68-51    5-70  2-17 

0-22 

4. 

75-94    3-10  5-24 

2-07 

5. 

u 

81-21  3Fe  1-88  5-78 

0-41 

6. 

J-Georgenstadt 

84-52  8-24   

7. 

Przibram 

8U-52    2-S6  2-97 

0-64 

Si 

5-0.  Pb  S  6-0=100  Klaproth. 
5-:;!0.  Pb  6-2(1,  As  1-12,  Bi  0-G5,  H  0-3^^  =  99-61  R. 
3-50.  Pb  6-57,  S  1-75,  Cu  3-95.  Zn  0-70,  Bi  0-5-2, 
As  4-o6.  C  2-14=100-3V)  Theyer. 
3-48.  Pb  4-22,  S  0-60,  Mn  0-82,  Xa  (J-25.  C  3-.;2, 
H  l-85=10'r89  Ebeknen. 
2-45.  Pb  0-74.  Pb  S  2-84.  il  u;33  Bi  1-23.  Mu 
0-14.  H  2  59  Hermann. 
2-02.  Pb  S  4-20.  Co  1-14=  10.)- 12  Pfarf. 
1-79,  Pb  b-07.  S  1-18.  t^b  2-»-9,  C  0-89.  H  0-48  = 

99-49  Ilauer. 

Coracite  '72-60    2-74    5-99    5-33.  J>b  6-56,  Al  MO,  H  5-68=1  Oo  Whituej'. 

•'  62-68  Fe.:v5l  5-o3    0-5fi  IS- 15,  tb  7-39.  Al  0-5'2,'  C,  H  6-14=9 J-2S  Genih. 

Xorwav,  Oanor^ 2.  76-6  tb,  Cb,  iSi  15-d,  3In  1-0.  S  4*1,  insol.  and  loss  2-7  Scheerer. 


Scheerer,  in  anal.  5,  obtained  F  52-37,  and  U  28-S4  :  and  Genth.  in  anal.  9.  U  46-2 1.  and  U  1  r.-47. 

Pyr.,  etc. — B.B.  infusible,  or  only  slightly  rounded  on  the  edges,  sometimes  coloring  the  outer 
flame  green  (copper).  With  borax  and  salt  of  phosphorus  gives  a  yellow  bead  in  O.F.,  Ijecoming 
green  in  R.F.  (uranium).  With  soda  on  charcoal  gives  a  coating  of  oxyd  of  lead,  and  frequently 
the  odor  of  arsenic.  Many  specimens  give  reactions  for  sulphur  and  arsenic  in  the  open  tube. 
Soluble  in  nitric  acid.    Xot  attractable  by  the  magnet. 

Obs. — Uraninite  accompanies  various  ores  of  silver  and  lead  at  Johanngeorgenstadt,  Marien- 
berg.  and  Schneeberg  in  Saxony,  at  Joachimsthal  and  Przibram  in  Bohemia,  and  Retzbanya  in 
Hungary.  It  is  associated  with  torbernite  at  Tincroft  and  Tolcarn  mines  near  Redruth  in  Corn- 
wall ;  also  near  Adrianople,  Turkey ;  at  the  Middletown  feldspar  quarry,  ui  octahedrons  with  trun- 
cated edges,  according  to  Shepard. 

Coracite  is  from  about  90  m.  above  Sault  St.  Marie,  on  the  north  side  of  L  Superior. 

Very  valuable  -n  porcelain  painting,  affording  au  or:mge  color  in  the  euameUing  lire,  and  a  black 
color  in  that  in  which  the  porcelain  is  baked.  A  laboratory  has  beeu  opened  at  Joachimsthal, 
•where  the  ore  is  converted  into  uranate  of  soda  for  use. 

Alt.— The  hydrous  ore  caUed  gummite  occurs  as  a  result  of  the  alteration  of  this  species  ;  also 
uranic  oclire. 


191.  CHRYSOBERYL.  [Xot  Chrysoberyl  (=var.  Beryl)  of  the  Ancimis.']  Krisoberil  Wera., 
Bergm.  J.,  373,  3S7,  178c»:  84,  1790.  Chrysoberyll  Karsten,  Leaz,  etc.  Cymophane  K,  J.  de 
M.,  iv.  5,  1798.  Alexandrite  Xordemkiold,  Schr.  Min.  Ges.,  St.  Petersb.,  1842.  Alaunerde  + 
Kieselerde  Klap.,  Beitr.,  i.  97,  1795;  Arfvedson,  Ak.  H.  Stockh.,  1822.  Alumiuate  of  Gluciua, 
mainly,  Seyheri,  Am.  J.  Sci.,  viiL  105,  1824;  Bergtmann,  De  Chrys.,  Goit,  1826. 

OrtLorhombic.    /A 7=129^  3S',  (9a1-7==129^  1';  a  :  7j  :  f=l-22.b5  :  1 
:  2-126T.    Observed  planes:  vertical,  i-i,  i-i,  i-f,  i-^,  i-z,  2-| ;  domes, 
1-7.  1-7,  3-7  (only  as  a  composition-face) ;  octalieclral,  1,  1-2,  2-2,  i  (3-6  {e,  { 

lo'lu  2-2. 
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A  2-^  =  120  8 

i-ZAl:::::110  3^ 


^-^Al  =  136°  52' 
^^A2-2=:128  52 
1-iAl-i,  top,  =  119  46 
3-^A3-^,  ov.  i-i,  =  120  13 


lAl,  ov.  l-z,=r3°  3' 
lAl,  front,  =  139  53 
^-^  Al-z=90 
^-^  A  1-2=120  7 


Norway,  Me.  Alexandrite.  Haddam. 


Haddam. 


Haddam. 


155  155a  Plane  i-i  vertically  striated ;  and 

.-c^  sometimes  also  i-i,  and  other  vertical 

f4l||i|l^  ^        planes.  Cleavao:e  :  l-i  quite  distinct ; 

i-i  imperfect ;  z-t  more  so.    Twins : 
composition-face  3-?,  as  in  f.  153,  155a, 
made  np  of  6  parts  by  the  crossing  of 
^  ^^^^    3  crystals,  united  along  the  dotted 

line,  as  shown  by  the  striae,  the  fornix 
either  stellate,  or  simply  hexagonal 
pyramids  with  truncated  summits ; 
also  (2)  conjointly,  S-i  and  i-i,  as 
in  f.  154,  155,  each  made  by  the  crossing  of  3  pairs  of  twins,  each  sector  a 
pair  twinned  by  3-z,  and  united  to  the  next  pair  by  i-l. 

H.  =  8-5.  G.  =  3*5— 3'84.  Lustre  vitreous.  Color  asparagus-green, 
grass-green,  emerald-green,  greenish- white,  and  yellowish-green  ;  sometimes 
raspberry  or  columbine-red  by  transmitted  light.  Streak  uncolored.  Trans- 
parent— translucent.  Sometimes  a  bluish  opalescence  internally.  Fracture 
conclioidal,  uneven. 

Var.  1.  Ordinary. — Color  pale  green,  being  colored  by  iron.  G.  =  3-597,  Haddam;  3'"34, 
Brazil;  3-G89,  Ural,  Rose;  3-S35,  Orenburg,  Kokscbarof. 

'1.  Alexandrite. — Color  emerald-green,  but  columbine-red  by  transmitted  ligbt.  G.  =  3"644.  mean 
of  results,  Kokscbarof.  Supposed  to  be  colored  by  clirome.  Crystals  often  very  large,  and  iu 
twins,  like  tisr.  ]5:-;,  eitber  six-sided  or  six-rayed. 

Lomp.—  Be^Al= Alumina  80-2,  glucina  19-8  =  100.  Analyses:  1,  2,  3,  Avdejef  (Pogg.,  Iv  . 
118);  4,  5,  Damour(Aun.  Cli.  Pbys.,  111.  vii.  173): 

Al  Bo  Fe 

I.Brazil  78  10  17-94  4*47  =100-51  Avdejef;  G.=3-7337. 

2      "  78-71  18-06  :^-47  =  ni0-24  " 

3.  Ural  78  92  18-02  3-12,  ^'r  0-36,  Cu  and  tb  0-29  =  100-71  Avdejef. 

4.  Haddam,  Ct.     76-02  18-41   ,       4*51,  quartz  ()-49  =  99-43  Damour. 

5.  "  75-43  17-93   ,   "  4-06,      "     096  =  98-38 


Pyr.,  etc. — B.B.  alone  unaltered;  with  soda,  the  surface  is  merely  rendered  dull.  With  borax 
or  salt  of  phosphorus  fuses  with  great  difficulty.    With  cobalt  solution,  the  powdered  mineral 
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s  a  bluish  color,    G,  hardly  changed  by  heating;  before  3-84,  after  3-833.    Xo  action 
wuh  acid?. 

1 1  Obs. — In  Brazil  and  also  Ceylon,  in  rolled  pebbles,  in  the  alluvial  deposits  of  rivers;  at  March- 
[  endorl  in  Moravia ;  in  the  Ural,  85  versts  from  Katherinenburg,  in  mica  slate  with  beryl  and 
I  plenacite,  the  variety  Alexandrite,  of  emerald-green  color,  columbine-red  by  transmitted  light;  in 
(  the  Orenberg  district,  S.  Ural,  yellow ;  in  the  Mourue  Mts.,  Ireland ;  at  Haddam,  Ct.,  in  granite 
j  traversing  gneiss,  with  tourmaline,  garnet,  beryl,  automolite,  and  columbite ;  in  the  same  rocic  at 
'  Greenfield  near  S^aratoga,  X.  Y.,  with  tourmaline,  garnet,  and  apatite ;  Orange  Summit,  Yt.,  in  gran- 
j  ite  at  the  deep  cut  of  the  northern  railroad;  Xorway.  Me.,  in  granite  with  garnet  (Yerrill). 

When  transparent,  and  of  sufficient  s^!ze.  chrysohLTyl  is  cut^with  facets,  and  forms  a  beautiful 
yeUowish-green  gem.    If  opalescent,  it  is  usually  cut  tn  cabochon. 

Chrysoberyl  is  from  yovrj,^,  golderi,  p'r.orX^o^,  beryl.    Cymojjha/ne.  from         v:ave,  and  ^ni!  w,  ap' 
f  pear,  alludes  to  a  peculiar  opalescence  the  crystal  sometimes  exhibits.    Alexandrite  is  after  the 
Czar  of  Russia,  Alexander  I. 

On  Cryst,  see  B.  &  M. ;  Kokscharof  Min.  RussL,  iv. ;  Hessenb.,  Min.  Xot.,  iv.  Fig.  152  is 
natural  size,  from  a  crystal  belonging  to  A.  E  Yerrill.  Chrysoberyl  has  very  distinct  cleavage 
parallel  to  l-i,  which  appears  to  show  that  l-i  is  the  true  vertical  prism  as  made  in  the  last  edition 
of  this  work,  although  is  the  twinning-plane.  But,  for  the  sake  of  the  simpler  notation,  the 
position  given  the  crystals  by  other  authors  is  here  adopted. 

Artif. — Formed  in  crystals  by  exposing  to  a  high  heat  a  mixture  of  6  of  alumina,  l'fi2  glucina, 
and  5*0  boric  acid  (Ebelraen) ;  by  putting  a  mixture  of  fluorid  of  glucinum  and  fluorid  of  alumi- 
num, in  the  proportions  of  their  equivalents,  in  a  carbon  crucible,  and  at  the  centre  of  the  fiuorids 
a  small  carbon  crucible  with  a  Httle  fused  boric  acid,  and  heating  for  some  hours  (Deville  and 
Caron),  the  process  yielding  tine  crystals  easily. 


4.  DEUTOXYDS. 

192.  CASSITERITE.  Ore  of  the  Kafrcircong  of  the  Greeks  {Herod..  etc.\  and  of  the  Plumbum 
album  of  PHn.,  xxxiv.,  47,  etc. ;  not  of  the  Stannum  [=a  pewter-like  alloy]  of  PI  in.  Zinnsteu, 
Stannum  ferro  et  arsenico  min.,  Wall,  Min.,  303,  1747.  Mine  d'Etain,  Fr.  Trl.  "Wall.,  1753. 
Tin  Ore,  Tin  Stone.  Zinnstein,  Zinnerz,  Germ.  Stannum  calciforme  (Oxyd  of  Tin)  Bergm., 
Opusc,  ii.  436,  1780;  Klapr.,  Beitr.,  ii,  245,  1797.  Etain  oxyde  Fr.  Cassiterite  Beud.,  ii.  618, 
1S32.    Kassiterit  Germ. 


Tetragonal.  A  l-i=ll:6°  5' ;  (2=0-6T21:.  Observed  planes  :  vertical, 
/,       2-f ,  2-2  ;  octahedrons,  |-,  1,  |- ;  zirconoids,  3-f ,  1-3,  T-J. 

156  157  158 


OA  1=136°  26' 
6>  Af=112  49 
OA  1-3 =141 10 


0  A  3-1=112°  25' 

1  A  1,  pyr.,  =  121  10 
1  A  1,  has.,  =  87  7 


7a  1  =  133°  31' 
1-^*  A  1-?,  pvr.,  =  133  31 
7  A  2-}=i68  12 
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Cleavage:  /  and  i-i  hardly  distinct.  Twins:  f.  158,  composition-face 
pi-odiicing  often  complex  forms  tln-oiigli  the  many  modifying  planes; 
sometimes  repeated  parallel  to  all  the  eight  planes  1-^;  also  f.  159,  a 
meta2:enic  twin.  Often  in  reniform  shapes,  strnctnre  fibrous  divergent ; 
also  massive,  granular  or  impalpable.  ^ 
B[.=:6— 7.  G.  =  6'4:— 7'1.  Lustre  adamantine,  and 
159  crystals  usually  sj^lendent.    Color  brown  or  black  ;  some-  " 

times  red,  gray,  white,  or  yellow.  Streak  white,  grayisli, 
brownish.  IS'early  transparent — opaque.  Fracture  suh- 
conchoidal,  uneven.  Brittle. 

Var. — 1.  Ordinary^  Tin-stone.  In  crystals  and  massive.  G.  of  ordinary 
cryst.  6*96;  of  colorless,  from  Tipuaui  R.,  Bolivia,  6'832,  Forbes;  of  honey- 
yellow,  from  Oruro,  6-704,  id. ;  of  very  pure  crystals  from  Carabuco,  6*4,  id.; 
of  black  cryst.  fr.  Tipaani,  7"<)21,  id. 

2.  Wood  Tin  (Ilolz-Zinn  Germ.).     In  botryoidal  and  reniform  shapes, 
concentric  in  structure,  and  radiated  fibrous  internally,  although  very  com- 
pact,-witli  the  color  brownish,  of  mixed  shades,  looking  somewhat  like  dry 
wood  in  its  colors.    ToacVs-eye  tin  is  the  same,  on  a  smaller  scale.   G-.  of  one 
variety  G"514.    Excellent  ligs.  in  Rashleigh's  Brit.  Miu.,  1797. 
Stream  tin  is  nothing  but  the  ore  in  the  state  of  sand,  as  it  occurs  along  the  beds  of  streams  or 
in  the  gravel  of  the  adjoining  region.    It  has  been  derived  from  tin  veins  or  rocks,  through  the 
wear  and  decomposition  of  the  rocks  and  transportation  by  water. 

Comp.— Sn=Tin  78-G7,  oxygen  21-33  =  100.  Analyses:  1,  Berzelius  (Afh..  iv.  164):  2, 
MaUet  (J.  G.  Soa  Dubl.,  iv.  272);  3,  Bergemann  (Jalirb.  Min.,  1857,  395);  4,  5,  D.  Forbes  (Phil. 
Mag.,  IV.  XXX.  140): 


1.  Finbo 

2.  Wicklow,  Ireland 

3.  Xeres,  Mexico 

4.  Tipuani,  Bolivia,  hnh. 

5.  ^'  "  hlack 


Sn 
93-6 
95-26 
89-43 
91-81 
91-80 


Ta 
2-4 


2-69 


Si 


Pe  Mn 

1-  4  0-8   

2-  41  —  0-84 
6-G3     —  2-21 

1-02  6-48 


Al 

 =98-2  Berzelius. 

 Mallet.    G.  =  6-7n3. 

l-20Bergem.  G.  =  6-862. 
0-73  =  100-04  Forbea. 


5-51 


100  Forbes.     G  =7-021. 


Crystals  from  Carabuco,  Bolivia,  afforded  Kroeber  (Phil.  Mag.,  IV,  xxx.  141)  7 6*80 -5  p.  c.  of  tin 
(equivalent  to  97*8  p.  c.  of  oxyd),  with  iron  2-18,  silver  0-015,  tungstic  acid  0-02,  lead  0-25, 
and  174  of  water.  (The  analysis  is  stated  to  have  afforded  19-5:S4  of  oxygen,  which  is  not 
enough  for  the  tin  alone  found.)  The  Tenebra  ore  contains  from  2  to  5  p.  c.  of  columbic  and 
tantalic  acids.    Vauquelin  obtained  9  u.  c.  of  sesquioxyd  of  iron  from  wood  tin. 

Pyr.,  etc. — B.B.  alone  unaltered.  On  charcoal  with  soda  reduced  to  metallic  tin,  and  gives  a 
white  coating.  With  the  fluxes  sometimes  gives  reactions  for  iron  and  manganese,  and  more 
rarely  lor  tantalic  acid.    Only  slightly  acted  upon  by  acids. 

Obs. — Tin  ore  is  met  with  in  veins  traversing  granite,  gneiss,  mica  schist,  chlorite  or  clay 
schist,  and  porphyry. 

Occurs  in  reii.arkable  crystals  in  Cornwall,  associated  with  fluor,  apatite,  topaz,  blende,  wolfram, 
etc..  and  also  the  ivood-tin  and  stream-tin;  in  Devonshire,  near  Tavistock  and  elsewhere;  County 
of  Wicklow,  Ireland;  in  pseudomorphs  after  feldspar  at  "Wheal  Coates,  near  St.  Agnes.  Cornwall; 
singular  compound  crystals  in  Bohemia  and  Saxon}^  the  twin  forms  from  Zinnwald  aud  Schlack- 
enwaid  often  weighing  several  pounds;  at  Limoges  in  splendid  cry.-tals;  also  in  Gallicia;  Green- 
land, with  cryolite  at  Evigtok;  Sweden,  at  Finbo;  Finland,  at  Pitkaranta. 

In  the  E.  Indies,  on  Malacca,  Banca,  Blitong  near  Borneo;  in  the  Ovens  district,  and  in  some 
gullies  of  the  Strathbogie  ranges  in  Victoria.  Australia. 

In  Bolivia,  S.  A.,  in  the  gold  region  along  the  Tipuani  R. ;  at  Oruro  tin  mines;  and  at  Carabuco, 
Bolivia ;  in  Mexico,  at  Xeres  and  Durango. 

In  the  United  States,  in  Maine,  sparingly  at  Paris  and  Plebron;  in  Mass.,  at  Chesterfield  and 
Goshen,  a  few  crystals,  with  albite  and  tourmaline ;  in  N.  Hamp.,  at  Lyme,  and  somewhat  more 
abundantly  on  the  estate  of  ^Ir.  Eastman,  in  the  town  of  Jackson ;  in  Virginia,  sparingly  in 
some  gold  mines,  imbedded  in  a  talco-nncaceous  slate ;  in  California,  in  San  Bernardino  Co.,  in 
Temescal  region;  in  Idaho,  on  Jordan  creek,  near  BoonviUe. 

Siannite  Brcith.  (Ilandb.  772.  1?<47),  an  amorphous,  pale  yellowisli-white  substance,  from 
Cornwall,  with  H.  =  G-5,  G.  =  3"545,  has  been  regarded  as  a  pseudomorpli  after  feldspar,  con- 
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taiuino-  much  oxyd  of  tin  as  a  mixture  with  the  other  ingredients.  Bischof  obtained  (Chem.  G., 
ii.  20-lG)  Si  51-57,  Su  ?,S  91.  Al  4'53,  Fe  3'55,  Ca  U'lG,  ign.  ()-4:;  =  90-l 

On  cryst.,  Hessenberg,  Min.  Not.,  vi. ;  A.  E.  Nordenskiold  and  Gadolin,  Pogg.,  ci.  f)37.  Xor- 
denskiold  makes  tlie  angle  1  A  1  =  121°  4-2',  whence  a=0-6T20.  According  to  Mr.  Gadolin,  Fin- 
land crystals  aflbrd  also  the  planes  |,  7,  ^^-{i^,  Y'H,  hi,  14,  1-^,  ^-h  ^-'J^,  ^'h  i-^,  i-h  'i-T, 
2.'-|,T,  but  there  is  doubt  as  to  some  at  least  of  these  planes,  as  these  unusual  ratios 

were  determined  from  measured  angles  alone  and  not  through  zones. 

Attif. — Formed  in  crystals  by  the  action  of  a  stream  of  muriatic  acid  gas  on  Sn  0"  (Devilie); 
by  action  of  steam  on  chlorid  or  fluorid  of  tin  (Daubree). 

192a.  Aixalite  .1.  E.  Kordenskiold  (Finl.  Min.,  162,  1855,  26,  18t)3).  A  cassiterite  containing 
nearly  9  p.  c.  of  tantahc  acid  Isomorphous  with  cassiterite,  and  presenting  the  planes  1,  1-?;. 
H.=:6 — G'5;  G.=6"6 — 6'8.  Lustre  vitreous  to  adamantine  ;  color  black  to  grayish-black  ;  streak 
light-brown;  opaque.    Analysis  by  Nordenskiold  : 

Sn  88-95  fa  8-78  Fe  2*04  Cu  0-78=^100-55 

From  Fennikoja  in  Somero,  Finland,  with  tantahte  and  berjd  in  albite. 


193.  RUTILE.  Schorl  rouge  de  Lisle,  Crist.,  ii.  421,  1783;  v.  Born.  Cat.  de  Raab,  i.  168,  1790. 
Rother  Schorl  pt.,  Titaukalk,  Klapr.,  Beitr ,  i.  233,  1795  (discov.  of  metal  Titanium).  Red  Schorl 
Kino.,  Min.,  i.  271,  1  794  ;  Titanite,  id.,  ii.  329,  1796  [not  Titanite  ^/ojjr.,  1 794=Sphene].  Schorl 
rouge,  Sagenite,  Saussure,  Alpes,  iv.  §  1894,  1796.  Crispite  !  fr.  Crispalt.  St.  Gothard)  JDelameth., 
T.  T.,  ii.  333,  1797.    Rutil  Wern.,  1800,  Ludwig's  Worn,  i.  55,  18i)3.    Titane  oxyde  K,  Tr.,  1801. 

Schwarzer  Granat  Lampadius,  Samml.,  ii.  119,  1797.  Eisenhaltiges  Titanerz  (fr.  Ohlapiau) 
Klapr.,  Beitr.,  ii.,  235,  1797=Nigrin  KarsL,  Tab.,  56,  79,  1800.  Ilmenorutile  Kokscharof]  Min. 
Russl,  ii.  352,  1854. 

Tetragonal.    0  A  1-^=147"  12J',  «=0'6442.    Observed  planes  :  vertical 
prisms,  7,  ^'-f ,  ^'-2,  -^'-3,  ^-4,  ^-7,  i-i  ;  octahedrons,  1,  2         '  ' 
1-3,        3-|- ;  base,  0^  not  common. 

161 

160  164 


f,  1-^,  Z-i  ;  zirconoidb, 


Graves  Mtn.,  Ga. 


163 


ii 



Graves  Mtn.,  Ga. 

0  A  1=137°  40' 
6>A3-|=rll3  18 
6^  A  1-3=145  49 
lAl,  pvr.,=123 


1  Al,  bas.,  =  84°  40' 
7a  1  =  132  20 
/A^-|-=:168  42 
/A^-2==161  34 


7A  f  3  =  153°  26' 
^-^A^-2  =  153  26 
^'-i  A  1-^=122  47i 
t-^  A  1  =  118  26 


IGO 
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Cleavage  :  1  and  distinct ;  1,  in  traces.  Yertical  planes  usually  stri- 
ated. Crystals  often  acicular.  Twins  :  1,  composition-face  l-^,  either  (1) 
having  a  geniculation  at  the  centre  of  origin  of  the  crystal  (nearly  like  f.  50, 
or  f.  158  under  cassiterite) ;  or  (2)  having  commenced  as  a  simple  crystal, 
and  afterward  become  geniculated,  as  in  f.  161.  (A)  Usually  the  successive 
genicnlations  take  place  in  a  common  plane,  that  is  by  those  faces  \-i  that 
lie  in  the  direction  of  the  same  diagonal ;  and  («)  either  the  parts  at  the 
genicnlations,  at  the  opposite  extremities,  resume  alternately  a  like  direc- 
tion, as  in  f.  159,  under  cassiterite,  p.  157  ;  or  the  direction  changes  succes- 
sively (f.  161),  the  extremities  finally  bending  into  one  another,  and  produc- 
ing at  times  when  thus  completed  an  inequilateral  liexagonal  prism  (f.  162) ; 
but  (B)  occasionally  the  twinned  commencement  (as  1,  II,  f.  163;  is  next 
genicuhited  at  either  end  parallel  to  the  transverse  plane  l-^,  and  a  zig-zag 
form  is  produced,  and  this  in  successive  alternations,  tlience  resulting,  if  the 
twinning  begins  nearly  at,  or  at,  the  commencement  of  the  crystal,  in  the 
scalenoliedral  form  in  f.  164,  which  consists  of  8  united  sectors.  [Fig.  163 
is  ideal  (from  G-.  Rose),  being  introduced  to  illustrate  the  form  in  f.  164.] 
2.  Composition-face  3-^,  making  a  wedge-shaped  crystal  consisting  of  two 
individuals.  3.  Composition-faces  \-i  and  3-i  in  the  same  crystal  (fr.  Mag- 
net Cove,  Ilessenberg).    Occasionally  compact,  massive. 

II.==6— 6"5.  G.=4'18— 4:'25.  Lustre  metallic-adamantine.  Color  red- 
dish-bro"\\m,  passing  into  red  ;  sometimes  yellowish,  bluish,  violet,  black ; 
rarely  grass-green.  Streak  pale  brown.  Subtransparent — opaque.  Frac- 
ture subconchoidal,  uneven.  Brittle. 

Comp.,  Var. — Titanic  acid,  Ti=Oxygon  39,  titanium  61  =100.  Sometimes  a  little  iron  is  present. 

Var.  1. —  Ordinary.  BroT\Tiish-red  and  other  shades,  not  black.  Gr.=4'l  8—4-22.  Trausjjarent 
quartz  is  sometimes  penetrated  thickly  with  acicular  or  capillary  crystals,  and  this  variety  is  the 
Sageniie  (fr.  <Tayr,i  a  net),  also  named  Crispite.  Dark  smoky  quartz  penetrated  with  the  acicular 
rutile  is  apparently  the  Veneris  crinis  of  Pliny  (xxxvii.  69). 

2.  Ferriftrom.  [a)  Ni'jrine.  Color  black,  whence  the  name.  Contains  2  to  3  p.  c.  of  oxyd  of 
iron.  But  as  ordinary  rutile  has  1  to  2  p.  c,  the  distinction  is  very  small.  G-.=4  249,  fr.  Ohla- 
pian ;  4'242  fr.  Freiberg.  (&)  I bnenoruUle.  A  black  variety  from  the  llmen  Mts,  occurring  in  oc- 
tahedrons, containing  over  10  p.  c.  of  oxyd  of  iron,  and  having  Gr.  =  5'n74— 5'133. 

3.  Chromijerous  (Titane  oxyde  cliromifere  H.).  A  grass-green  variety,  containing  oxyd  of 
chrome,  which  gives  the  color. 

Analyses:  1,  Damour  (Ann.  Ch.  Phys.,  III.  x.  417);  2,  H.  Rose  (GTilb.  Ann.,  Ixiii.  67,  Pogg.,  iii. 
166);  3,  Kersten  (J.  pr.  Ch.,  xxxvii.  170);  4,  5,  Demoly  (Jahresb.,  1849,  728): 

\.  '^t.XxxQYX,  reddish      Ti  97-60    Pe  l-55  =  99-lo  Damour.  G.=4-209. 

2.  "  "  98-47  1-53=100  II.  Rose. 

3.  Freiberg,  nigrine  96*75  2-40''=:99-Io  Kersten.  G-.=4-242. 

4.  Loc.  unknown  90-41  1  63,  Mn  0-13,  Si  1-83  =  100  Demoly. 

5.  "  "  96-45  1-6-2,    "   O'U,  "  0-79=  1 00  Demoly. 

a  In  part  at  least  magnetite.,  which  may  be  separated  by  a  magnet. 

The  Ilraenondile  consists  approximately,  according  to  Hermann  (1.  c),  of  Ti  89*3,  Vq  lO'T. 

Pyr.,  etc. — B.B.  infusible.  With  salt  of  phospliorus  gives  a  colorless  bead,  which  in  R.F. 
assumes  a  violet  color  on  cooling.  Most  varieties  contain  iron,  and  give  a  brownish-yellow  or  red 
bead  in  R.F.,  the  violet  only  appearing  after  treatment  of  the  bead  v/ith  metallic  tin  on  charcoal. 
Insoluble  in  acids;  made  soluble  by  fusion  with  an  alkali  or  alkaline  carbonate.  The  solution 
containing  an  excess  of  acid,  with  the  addition  of  tin-foil,  gives  a  beautiful  violet-color  when  cou- 
ce^trated. 

Obs. — Rutile  occurs  in  granite,  gneiss,  mica  slate,  and  syenitic  rocks,  and  sometimes  in  gran- 
ular limestone  and  dolomite.  It  is  generally  found  in  imbedded  crystals,  often  in  masses  of  quartz 
or  feldspar,  and  frequently  in  acicular  crystals  penetrating  quartz.  It  has  also  been  met  with  in 
hematite  and  ilmenite.  It  is  common  in  grains  or  fragments  in  many  auriferous  sands.  Occurs 
in  Arendal  andKrageroe  in  Norway ;  at  Horrsjnberg,  Finland,  with  lazulite  and  kyanite ;  Saualpe, 
Carinthia ;  in  the  Urals;  in  the  Tyrol;  at  St.  Gothard;  at  Yrieix,  in  France;  Krummheuners 
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dorf.  near  Freiberg ;  in  Castile,  in  geniculated  crystals,  often  large  ;  at  Ohlapian  in  Transylvania, 
nigrine  in  pebbles  ;  in  large  crystals  in  Perthshire,  Scotland  ;  at  Crianlarick,  at  Craig  CaHeach  near 
Killiu.  and  on  Benygloe  ;  in  Donegal  Co.,  Ireland.  A  variety  from  Karingsbricka  in  Sweden  con- 
tains according  to  Ekeberg  (Ak.  II..  Stockh..  1803,  4G),  o  p.  c.  of  chrome,  and  is  the  tiiane  oxydi 
chroinif  re  of  llatiy ;  grass-green  needles,  snpposed  to  be  chromiferous,  have  been  fonnd  in  the  S^^if^s 
Alps.  The  Ilmenorutile  is  from  the  phenaeite  and  topaz  mine  of  the  Ilmen  Mts.,  in  the  Ural.-. 
Rough  octaliedrons,  reticulated  within,  from  Brazil,  are  supposed  to  be  pseudomorphs  after  anatas  \ 
In  Maine,  at  "Warren,  along  with  tremolite  and  chalcopyrite.  In  ^V.  Ham]).,  sparingly  nt 
Lyme,  with  tourmaline;  near  Hanover,  acicular  crystals  in  quartz,  only  in  loose  masses.  In 
Vcrynont.  at  "Waterbnry,  Bristol,  Dummerston,  and  Putney ;  also  in  loose  boulders  in  middle  and 
northern  Vermont,  acicular,  some  specimens  of  great  beauty  in  transparent  quartz.  In  Mass..  at 
Barre.  in  gneiss,  crystals  occasionally  an  inch  and  a  half  in  diameter;  at  Windsor,  in  feldspar 
veins  intersecting  chlorite  slate ;  at  Shelburne,  in  fine  crystals  in  mica  slate;  at  Leyden,  with 
scapolite;  at  Conway,  with  gray  epidote.  In  Conn.,  at  Lane's  mine,  Monroe,  and  in  the  adjoin- 
ing town  of  Huntington.  In  A'  York,  in  Orange  Co.,  1  m.  E.  of  Edenville,  with  pargasite  in  hmestone 
boulders;  2  m.  E.  of  Warwick,  in  granite  with  zircon;  1  m.  E.  of  Amity,  in  quartz  with  brown 
tourmaline,  and  2  m.  "W..  with  spinel  and  corundum,  and  also  2  m.  S.AV,,  with  red  spinel  and 
chondrodite ;  near  Warwick,  in  slender  prisms  penetrating  quartz ;  in  N.  York  Co.,  at  Kings- 
bridge,  in  veins  of  quartz,  feldspar,  and  mica  traversing  granular  limestone ;  in  the  limestone  of 
Essex  Co.  In  Fenn.,  in  fine  long  crystals,  at  Sudsbury,  Chester  Co.,  and  the  adjoining  district  in 
Lancaster  Co.;  at  Parksburg,  Concord,  West  Bradford,  and  XewUn,  Chester  Co.;  at  the  Poor 
House  quarry,  Chester  Co.,  in  dehcate  crystals,  sometimes  iridescent,  on  dolomite.  In  X.  Jersey^ 
at  Xowton,  with  spinel.  In  X.  Car.,  at  Crowder's  Mountain.  In  Georgia,  in  "Habersham  Co, ;  in 
Lincoln  Co.,  at  Graves'  Mountain,  with  lazulite  in  large  and  splendent  crystals,  some  3^  by 
in.    In  Arkansas,  at  Magnet  Cove. 

In  Canada,  small  crystals,  with  specular  u-on  at  Sutton,  C.  E  ;  in  the  ilmenite  of  Bay  St.  Paul, 
C.  E..  orange  translucent  grains,  pure  Ti.  and  probably  rutile  or  brookite. 

The  oxyd  of  titanium  is  employed  for  a  yellow  color  in  painting  porcalain,  and  also  for  giving 
the  requisite  tint  to  artificial  teeth. 

Recent  art.  on  cryst.,  Kokscharof  Min.  Russl..  i.  ii.  iii.  iv. ;  Pogg.,  xci.  154  (whence  angles 
giveuj;  G-.  Rose.  Pogg.  cxv.  64::;;  Ilessenberg,  Min.  Xot.,  L  II.  Y.    Figs.  16j-1h4  by  G.  Rose. 

Artif. — Formed  in  crystah  by  heating  together  to  redness  titanic  acid  and  protoxyd  of  tin. 
and  then  heating  the  mass  with  silica  to  a  cherry  red  heat  (Deville) ;  by  the  action  of  steam  on 
fluorid  or  chlorid  of  titanium  (Daubree,  Hautefeuille).  Hautefeuille  observes  that  in  this  process 
crystals  of  ruiile  are  tormed  when  the  heat  used  is  red  heat ;  of  brookite,  when  it  is  between  that 
required  for  volatilizing  cadmium  and  zinc ;  and  of  anatase,  when  the  heat  is  a  little  below  that 
required  for  the  volat.  of  cadmium. 

Has  been  observed  in  crystals  as  a  furnace  product  by  Scheerer. 


194.  OCTAHEDRITF.  Schorl  bleu  indigo  (fr.  Oisans)  Bourn.,  de  Lisle's  Crist.,  ii.  406,  1783 ; 
Schorl  octaedre  reetangulaire  id.,  J.  de  Phys.,  xxx.  386,  1787.  Octaedrite  Sauss.,  Alpes,  §  1901, 
1796.  Oktaedrit  Wern.,  1S03,  Lud^ig's  Wern.,  ii.  218,  1804. 
1797;  K,  J.  d.  M.,  v.  273,  1799.    Anatase  K,  Tr.,  iii.  1801. 

Tetragonal.    0  A  l-^=119°  22' ;  a=l-7TT71. 
tabular.    Observed  planes :  0;  prism 


h  3-2,  2-i,  1- 


zirconoicl, 


I,  i-i  ; 


Oisanite  Belameth.,  T.  T.,  ii.  269, 
Dauphinit. 

Commonlv  octahedral  or 
octaliedi'ons 


hi, 


3  X  1 
7  5  2  5  "a? 


0. 


0  A  4=153°  19' 
0  A  i=:160  15 

0  A  1  =  111  12 

0  A  2-^  =  105  16 

1  A  1,  pyr.,  =  9T 


51 


1  A  1,  ba3.,  =  136°  36' 
24  A  2-i       =118  28 
1-^  A  1-^  "    =121  16 

0  A  7=90. 

I A  1  =  158  18 


Cleavage  :  1  and  0,  perfect. 

H.  =  5-5-l.  G.  =  3-82-3-95  ;  sometimes  Ir'H— 4*16 
after  heating.  Lustre  metallic-adamantine.  Color  va- 
rious shades  of  brown,  passing  into  indigo-blue,  and 
black;  greenish-yellow  bv  transmitted  light.  Streak 
uncolored.    Fracture  subconchoidal.  Brittle. 

11 


1G3 


OXYGEN  COMPOrXDS. 


Ccmp. — Like  rutile  and  brookito.  pure  titanic  acid. 

Rose  found  in  crystals  from  Brazil  1-25  per  cent,  sesquioxyd  of  iron  (Pogg.,  Ixi.  51 G);  and 
Damour  obtained  in  an  analysis  (Ann.  Ch.  Phys.,  III.  x.  41T),'Ti  98-3G,  Fe  Ml,  Sn  0-20  =  99-G7. 
Pyr.,  etc. — Same  as  for  rutile. 

Obs.— Most  abundant  at  Bourg  d'Oisans,  in  Dauphiny.  with  feldspar,  axinite,  and  ilmcnite 
Found  in  mica  slate  in  the  Grisons ;  in  Bavaria ;  near  Hof  in  the  Fichtelgebirge ;  Norway ;  tlio 
Urals;  in  chlorite  in  Devonshire,  near  Tavistock  ;  with  brookite  at  Tremadoc,  in  Xorth  "Wales ; 
in  Cornwall,  near  Liskeard  and  at  Tintagel  Cliffs  ;  in  Brazil  in  quartz,  and  in  detached  crystals  so 
splendent  as  to  be  sometimes  mistaken  for  diamonds. 

In  the  U.  States,  at  the  Dexter  lime  rock,  Smithfield,  R.  T.,  in  dolomite. 

De  Saussure's  name  odaJmlriie  has  the  priority,  and  is  particularly  appropriate,  the  crystals 
being-  usually  octahedrons.  Ilaiiy's  anatase  is  i^^'o.  3  in  order  of  time,  and  was  brought  forward 
after  he  had  once  adopted  for  a  while  Delametherie's  name  oisanite;  it  is  from  afdr.KJij,  erection^ 
and  was  intended  to  signiry,  as  Haiiy  says,  that  the  common  octahedron  was  longer  than  that  of 
other  tetragonal  species ;  but  length  is  not  in  the  meaning  of  tne  Greek  word. 

Artif.  — Formed  in  crystals  by  the  action  of  steam  on  chlorid  or  fluorid  of  titanium  (Daubree); 
by  the  action  of  a  stream  of  muriatic  acid  gas  on  Ti  0^  (Deville) ;  by  fusing  titanic  acid  "with  salt 
of  phosphorus  B.B.  in  R.F.,  and  then  exposing  the  bead  to  the  point  of  the  blue  Hame,  wheu 
minute  transparent  crystals  of  cctahedrite  separate  (G.  Rose). 

195.  HAUSMANNITE.  Schwarz  Braunsteinerz  pt.  Wern.,  Berg-m.  J.,  386,  1789.  Schwarz 
Manganerz  pt.  KarsL,  Tab.  12,  100,  1808.  Black  Manganese.  Blattricher  Schwarz-Braunstein 
Eausm.,  Handb.,  293,  1813.  Manganese  oxyde  hydrate  IT.,  Tr.,  1822.  Pyramidal  Manganese 
Ore  Eaid.,  Mohs,  Miu.,  ii  416,  1824.  Hausmannite  Haid.,  Trans.  R.  Soc.  Ed.,  1827,  Glanz. 
braunsteui  Uausm.,  Handb.,  405,  1847, 

Tetragonal.  0  A  1-2=130°  25' ;  a=:l-lT43.  Observed  planes  :  1,  ^,  l-l 
Forms  octahedral. 

6>  A  1  =  121°  3'  lAi   pyr.,  =  139°  57' 

1  A  1,  pYr.,  =  105  25  14  A        "   =1M  52 

0  A  i=iDl  2  1  A  1-2=142  42 

Cleavage  :  basal,  nearly  perfect.  Twins,  parallel  to  1-i  ;  the  same  kind  of 
compijsition  sometimes  between  fom*  individuals,  nearly  like  93,  p.  65.  Also 
granular  massive,  particles  strongly  coherent. 

H.  =  5— 5*5.  G.=4'T22.  Lustre  submetallic.  Color  brownish-black. 
Streak  chestnut-brown.    Opaque.    Fracture  uneven. 

Comp- — Mn^  Mn=Manganese  72*1,  oxygen  27'9=Mn  G9,  Mn  31  =  100.  Formula  usually 
written  ]\rn  Mn.  Analyses:  1,  Turner  (Trans.  Roy.  Soc.  Edinb.,  xi.);  2.  Rammelsberg  (Pogg., 
xiv.  222);  3,  id.  (ib.,  cxxiv.  523);  4,  L.  J.  Igelstrom  (CEfv.  Ak  Stockh.,  18G5,  G06): 

Mn       Un       0        Sa       Si  H 

I.  Eefeld  98*902         0-215    O'lU  0*337   0-435  =  100  Turner. 

2.  Ilmenau       92-487    7-004    I'l.oO  =99-G41  Ramm. 

3.  Filipstad      92-12    6-95    0-13    0-^4,  Ca  0-14,  Mg  0-41  =  100-u9  Ramm. 

4.  Jakobsberg  28-78     71-27         =  1(<0  Igelstrom. 

Rammelsberg.  in  later  examinations  of  the  Ilmenau  mineral  (Pogg.,  cxxiv.  522),  found  Si  0-19, 
0-91,  0-60,  and^Ba  O'la,  0-60,  0  14,  with  ign.  0-5,  and  0  7-10. 

Pyr.,  etc. — B.B.  like  manganite.    Dissolves  in  heated  muriatic  acid,  affording  chlorine. 

Obs. — Occurs  with  porphjTy,  along  with  other  manganese  ores,  in  fine  crystals,  near  Ilmenau 
in  Tluiringia;  Ilefeld  in  the  Harz;  Filipstad  in  AVermlaud.  Reported  also  from  Framont  in 
ALsace.    Observed  at  Lebanon,  Penn. 

Dauber  found  for  crystals  from  Ilmenau  1  A  1  =  105°  30',  and  ^  A  ^5  =  140'  31'  (Pogg..  xciv.  406). 

The  formula  Mn^  Mn,  which  makes  the  two  members  each  to  contain  tioo  of  oxygen,  accords 
with  the  approximate  isomorphism  of  the  species  with  octahedrite  and  rutile,  the  angle  0  A  1  iK 
it  differing  hardly  2'  from  0  A  1-z  in  octahedrite,  and  about  2^°  from  0  /  1  in  rutile. 

Artif. — Formed  in  crystals  by  subjecting  3ifn  and  Mg  to  heated  muriatic  acid  gas  (Deville). 
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196.  BRAUNITE.  Braunite,  Brachytj'pous  Manganese-Ore,  Haid.,  Ed.  J.  Sci.,  iv.  48,  1826. 
Hartbraunsteiu  Eausm  ^  Handb.,  222,  1847.  Marceline  Bevd.,  iL  188,  1832.  Heteroklin  ^re'i</i.. 
Pogg.,  xlix.  204,  1840  (in  art.  by  Evreinoflf),  Handb.,  801,  ]84T. 


2-2: 


Tetragonal.    6^aW--135°       ;  a=a-9S525.    Observed  planes  :  0,  1 


6>  A  1=125°  40'  2A2,  pyr.,=96°  33' 

(9  A  2=109  45  2  A  2,  basal, =140  30 

1  Al,  pji\,  =  109  53          2-2A2-2,  pyr.  axial,=128  17 

1  A  1,  bas.,  =  108  40           2-2  A  2-2,  pjr.  diag.,  =  144  4 

1  A  1  =  109°  46'  and  108°  53',  Descloizeaiix.  Twins:  forms  consisting  of 
three  crystals,  Kenngott.    Also  massive. 

IL  =  6— O'o.  G-.=4-75— 4'S2  ;  4-752,  fr.  Elgersburof.  Eamm.  ;  4-SlS,  ib., 
Haid. ;  4*77,  fr.  St.  Marcel,  Damour.  Lustre  submetallic.  Streak  and  color 
dark  brownish-black.    Fracture  uneven.  Brittle. 

Comp. — 2  Mn-  Mn+Mn  Si  (see  p.  1H3).  Turner  obtained  no  silica,  and  made  the  mineral  sim- 
ply Mu.    Analyses:  1,  Turner  (Edinb.  Trans.,  xi ) ;  2-4,  Rammelsberg  (Pogg.,  cxxiv.  515;: 

Mn  0         Ba        Si  H 

1.  Elgersburg  86  95       9-85       2-25         ir.         0-95  =  100  Turner. 

2.  ''        cryst.       (|)       undeL  0-24       7-98   Ramm. 

3.  "        massive    (|)  "  0-54       8-32   Ramm. 

4.  "  [80-94]      8-08       0-44       8-63        I'OO,  Ca  0-91  =  100  Ramm. 

The  raarceline  (or  beterocliue)  from  St.  Marcel  in  Piedmont,  shown  chemically  by  Damour,  and 
crystallographically  by  Descloizeaux,  to  be  impure  braunite,  was  found  by  Damour  (Ann.  d.  M., 
\Y.  I  400)  to  consist  of 

Mn  66  68,  Fe  10-04,  Mn  8-79,  Fe  TSO,  Ca  1-14,  Mg  0-26,  Si  10-24=98-45 

Analyses  of  impure  ore  from  Elba,  by  Bechi,  in  Am.  J.  ScL,  II.  xiv.  62  ;  from  Engadin,  in 
serpentine,  by  Bukeisen,  in  Ber.  Ak.  Wien,  xxiv,  287. 

Pyr.,  etc. — B.B.  infusible.  "With  borax  and  salt  of  phosphorus  gives  an  amethystine  bead  in 
O.F.,  becoming  colorless  in  R.F.  With  soda  gives  a  bluish-gTeen  bead.  Treated  with  muriatic 
acid  evolves  chlorine.    Marceline  gelatinizes  with  acids. 

Obs. — Occurs  both  crystallized  and  massive,  in  veins  traversmg  porphyry,  at  Oehrenstock.  near 
Ilmenau  ;  at  Elgersburg  in  Thuringia ;  at  Botnedalen,  Upper  Tellemark,  in  Xorway ;  near  Ilefeld 
in  the  Harz  ;  at  St.  Marcel  in  Piedmont;  at  Elba  {Bechi,  Am.  J.  Sci.,  II.  xiv.  62) ;  at  Yizianagram 
in  India, 

Xamed  after  Mr.  Braun  of  Gotha. 

To  exhibit  the  true  relations  between  the  forms  of  braunite  and  cassiterite  or  rutile,  the  plane  \-i 
above  should  be  1,  0  \  1  in  cassiterite  being  136^  26'.  Homologically  this  plane  in  all  these  re- 
lated species  is  l-^,  the  plane  corresponding  to  that  truncating  an  edge  of  a  cube  which  inclines  to 
0  135  . 


197.  MINIUM.    Mennige  Germ.  Plomb  oxide  rouge  H. 

Pulverulent,  occasionally  exhibiting,  under  the  microscope,  crystalline 
scales. 

H.  =  2— 3  G.=4*6.  Lustre  feint  greasy,  or  dull.  Color  vivid  red, 
mixed  with  yellow  ;  streak  orange-yellow.  Opaque. 

Comp.~l>b'  0^=Pb  +  2  i»b=Oxygen  9-34,  lead  90-66  =  100. 
Pyr- — In  the  reduction  flame  of  the  blowpipe  globules  of  lead  are  obtained. 
Ohs. — Usually  associated  with  galenite,  and  also  with  calamine,  and  sometimes  constituting 
pseudoQiorphs  after  galenite  and  cerussite. 
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Occurs  at  Bleialf  in  tlie  Eifel ;  iu  Badenweiler  in  Baden  ;  Brillon  in  Westphalia ;  island  of  Angle* 
scy ;  Grassiugton  Moor  aud  Weardale  in  Yorkshire ;  Leadhills  in  Scotland ;  Schlangenberg  in 
Siberia. 

Found  at  Austin's  mine,  Wythe  Co.,  Ya.,  along  with  cerussite. 


198.  BROOKITE.    Jurinite  Soret,  1822.    Brookite  Levy,  Ann.  Phil.,  II.  ix.  140, 1825.  Arkan- 
site  Shep.,  Am.  J.  ScL,  XL  ii.  250,  1846.    ?  Eumanite  Shep.,  ib.,  xii.  211,  1851. 

Orthorhombic.  7a7=99°  50' (-100°  50'):  6>Al-2=131°  42';  a^h-.c 
=  1-1620: 1:1:1*1883.  Observed  planes:  0\  vertical,  /,  i-l,  i-i,  ^-f,  f 2, 
^'-4,  i-^,         i-^ ;  domes,  ^-i,  J-z,  2-2 ;  octahedral,  -I,  1,  2,  ^-f ,  f -|,  1-2,  2-2, 


Arkansas.  Miask,  Ural. 
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12 


0  A  1-2=150° 

OM  =124 
6^  A*  =143 
(9  A  2-1=111 
6>  A 1-2  =132 
6>  A  5-5=101 
6>  A  2-2=117 


42' 

14 

17 

45 

34 

19 

38 

54 


7a  2-2=139°  55' 

2^2  A -^2  =  157  11 

=  134 
=135 
=  115 
=  101 


1  Al 
1-2  A  1-2 

1-  2  A  1 

2-  2  A  2-2, 


2,  bracli.,  =  135 
top,=  55  48 


22 
14 
43 
3 
37 


/,  indistinct ; 


0^  still  more  so. 


Cleavage : 

H.  =  5-5-6.     G.=4-i2-4-23,  brookite;  4-21 
^-23,  trp.  Ural  cryst. ;  4*03— 4*085,  arkansite, 
Ellenville,  N.  T.  Whitney  and  Damom^,  3*86  — 3*95,  Eammelsberg , 

3-81,  a  variety  from  the  Ural,  Hermann.  Hair-brown,  yellowish,  or  red- 
dish, with  metalhc  adamantine  lustre,  and  translucent  (brookite) ;  also  iron- 
black,  opaque,  and  submetallic  (arkansite).  Streak  uncolored — grayisli, 
yellowish.  Brittle. 

Comp.— Pure  titanic  acid,  Ti,  like  mtile.  Analyses :  1,  Hermann  (J.  pr.  Ch.,  xlvi.  404) ;  % 
Romanovsky  (B.  II.  Ztg.,  1853,  No.  26);  3,  Damour  (Ann.  d.  M.,  IV.  xv.  447): 


Ti 

^1 

ign. 

1. 

Urals 

94-09 

4-50 

tr. 

1-40 =100-00  Hermann. 

2. 

94-31 

3-28 

1  -3 1  =98-90  Romanovsky. 

3. 

Arkansas 

99-36 

1-36 

0-73 

 =101-45  Damour. 

ANHYDKOrS  0XTD3. 
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Raramelsberg  obtained  94-23  p.  c.  of  titanic  acid  from  the  arkansite,  and  a  corresponding  \ov} 
specific  gravity,  while  Whitney  and  Damour  found  httle  impurity  and  a  higher  specific  gravity. 
Pyr.,  etc. — Same  as  for  rutile. 

Obs. — Brookite  occurs  at  Bourg  d'Oisans  in  Dauphiny :  at  St.  Gothard,  with  albite  and  quartz ; 
in  the  Urals,  district  of  Slatoust,  near  ^liask;  near  Makirch  in  the  Yosges,  in  pseudomorphs  alter 
sphene  ;  rarely  at  Yal  del  Bove.  Etna,  with  rutile;  at  Fronolen  near  Tremadoc,  Wales  ;  in  thick 
black  crystals  {arkansite,  f.  1G6)  at  Magnet  Cove,  Ozark  Mts.,  Arkansas,  along  with  elaeolite,  black 
garnet,  and  schorlamite ;  in  small  crystals  from  the  gold  washings  of  Xorth  Carohna :  at  the 
Tead  mine  of  Ellenville,  Ulster  Co.,  N".  Y.,  on  quartz  (f  169),  with  chalcopyrite  and  galenite ;  at 
Paris,  Maine. 

/A  /in  arkansite=lOO°— 100'  30',  1-2  A  1-2  =  101°  30',  and  135°  15'  to  135°  50',  In  brookite 
from  the  Urals,  //\  1=99'  50',  Kokscharof  (Min.  Russl.). 

Named  after  the  EngHsh  crystaUographer  and  mineralogist,  H.  J.  Brooke. 

Artif. — Formed  in  crystals  by  the  action  of  steam  on  chlorid  or  fluorid  of  titanium  (Daubree). 

]9Sa,  Eumaxite.  Eumanite  occurs  in  minute  crystals  at  the  Chesterfield  albite  vein  with 
rubeUite  and  pyrochlore.  Its  chemical  identity  with  brookite  has  not  been  ascertained.  The 
annexed  are  figures,  by  the  author,  of  two  of  the  crystals. 
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Some  of  the  observed  angles  are  I A  1=100°  to  101' 
15',  i-l  A  i.'  =  128'  20'— 128°  30',  i-l  A  i-f. 


49',  4-1  A^•-:f=140'— 140° 
397,  xiii.  117. 


199.  PYROLUSITE.  Lapis  manganensis  pt.  CmaJp.,  MetalL,  1596.  Brunsten  =  Mag- 
nesia pt.  Wall,  263,  1747  ;  Manganese  pt.  Fr.  Trl  Wall.,  i.  4S3,  1753.  Manganaise  grise 
pt.  FursL,  Cat.,  1772.  Grau  Brauustein  pt.  Wern.,  Bergm.  J.,  386,  1789;  id.,  IlaiLsm.,  Handb., 
288,  1813.  Gray  Oxyd  of  Manganese  pt. ;  Anhydrous  Binoxyd  of  Manganese.  Mangan  Hy- 
peroxyd  Leonh.,  Handb.,  240,  1826.  Pyrolusite,  Prismatic  Manganese-Ore,  Haid.,  Trans.  R. 
Soc.  Ed.,  1S27.  Weichbraunstein.  Weichraangan,  Germ.  Polianite  (fr.  Platten)  Breiih.,  Pogg., 
Ixi.  191,  1844=Lichtes  Graumangan-Erz  id.,  Char.,  231,  1SJ2. 


Ortliorliombic. 
a:h  :  ^=0-T76  :  1 
figure 
1 


I A  7=93°  40',  0  A  1-^=112^  11 
1'0G6.    Observed  j^lanes  as  in  tJ 


le 


6>  AH=100°,  /Afz  =  136 


10' 


5  T 


I  A 


50'  /A  /-zzzzlSa^ 
top,  =  110°.    Cleavage  /  and  i-i.  Also 
colnmnar,  otlen  divergent ;  also  granular  massive,  and 
frequently  in  renif©rm  coats.    Often  soils. 

H.  =  2— 5-5.  G.=l-82,  Turner;  Lustre  metallic. 
Color  iron-black,  dark  steel-gray,  sometimes  bluish. 
Streak  black  or  bluish-black,  sometmies  submetallic. 
brittle. 
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Opaque.  Eather 


Var, — 1.  Ordinary.  In  fa)  crystals  and  (&)  massive, 
fr.  Andalusia.    Angles  as  above  given. 


H.  =  2— 2-5;  G.=4-819,  Turner;  4-84, 
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2.  PoUaniie.  IT.  above  5.  G. =4-838— 4-880,  fr.  Flatten,  Breitli.  Color  light  steel-gray.  Angles. 
//  7=92^  52',  0  A  1-^=147°  43'.  It  is  a  very  pure  pyrolusite.  Pisani  states  that  "pohanite** 
from  Cornwall  has  G. =4-826. 

3.  Yariacite  is  impure  pyrolusite.    See  under  Maxgaxite. 

Oomp. — Mn=Manganese  63-3,  oxygen  36-7=:lC0.  Analyses:  1,  Arfvedson  (Schw.  J.,  xhi 
210);  2.  3,  Turner  (Edinb.  Trans.,  182^8);  4,  Scheffler  (Arch.  Pharm.,  xxxv.  2g0);  5,  Plaitnei 
(Pogg.,  Ixi.  192) : 


MnMn 

0 

:Ba 

Si 

H 

1. 

Undenaes? 

83-56 

14-58 

1-86  =  100  Arfvedson. 

2. 

Elgersberg 

84-05 

11-78 

0-53 

0-51 

1-12  =  100  Turner. 

3. 

Ilefeld 

85-62 

11-60 

0-66 

0-55 

1-57  =  100  Turner. 

4. 

Ilmenau 

87-0 

31 -6 

1-2 

0-8 

5-8,  Fe  1-3,  Ca  0-3,  ^1  0-3  S 

5. 

Platteu,  Pol 

87-27 

12-11 

0-13 

0-32,  Fe  ^1  0-17  =  100  Piatt. 

In  another  specimen  ScheflSer  found  9-7  per  cent,  of  baryta.  Specimens  from  near  Battenbergj 
Hesse,  afforded  Schwarzenberg  and  Engelhardt  96*45  to  100  per  cent,  of  pure  superoxyd  of  man- 
ganese (Ann.  Ch.  Pharm.,  Ixi.  262).  V.  Sevoz  and  J.  Breuilhs  find  in  crystallized  ore  from  Huelva 
in  Andalusia,  Sin  97-9,  Fe  0-5,  H  1*1=99-5  ;  and  in  a  massive,  Mn  96  9,  3Fe  1*0,  H  0-5,  Si  1-0= 
99-4  (BuU.  Soc.  de  I'Ind.  Min.,  vi.  29,  Rev.  Geol.  par  Dclesse,  I860,  57). 

Pyr.,  etc. — B.B.  alone  infusible;  on  charcoal  loses  oxygen.  A  manganese  reaction  with  borax. 
Affords  chlorine  with  muriatic  acid. 

Obs. — This  ore  is  extensively  worked  at  Elgersberg  near  Ilmenau,  and  other  places  in  Thurin* 
gia ;  at  Yorderehrensdoi'f  near  Miihrish-Triibau,  in  Moravia,  which  place  annually  affords  many 
hundred  tons  of  the  ore  ;  at  Platten  in  Bohemia,  and  elsewhere.  Fine  crystals  occur  near  Johanu- 
georgenstadt,  and  at  Hirschberg  in  Westphalia,  and  crystalline  plates  at  Matzka,  Transylvania ; 
also  found  sparingly  in  Cornwall;  in  Timor;  in  Australia. 

Occurs  in  the  United  States  with  psi.omelane,  abundantly  in  Vermont,  at  Brandon,  Irasburg, 
Bennington,  Monkton,  Chittenden,  etc.,  both  crystaUized  (f.  171)  and  massive;  at  Conway,  Mass., 
in  a  vein  of  quartz ;  at  Plainfield  and  West  Stockbridge,  Mass. ;  at  Winchester,  N.  H  ;  at  Salis- 
bury and  Kent,  Coun.,  forming  velvet-hke  coatings  on  limonite.  In  California,  on  Red  is'and,  bay 
of  San  Francisco.  In  New  Bruns^\'ick,  7  m.  fr.  Bathurst,  in  fine  cryst. ;  in  Shepody  Mtn.  and 
elsewhere  ;  near  Upham  in  King's  Co.  In  Nova  Scotia,  at  Teny  cape,  cryst.  and  massive ;  also 
at  Walton,  abundant;  near  Kentville  ;  Pictou  ;  Amherst ;  Musquodobit. 

Pyrolusite  and  manganite  are  the  most  important  of  the  ores  of  manganese.  Pyrolusite  parts 
with  its  oxygen  at  a  red  heat,  and  is  extensively  employed  for  discharging  the  brown  and  green 
tints  of  glass.  It  hence  received  its  name  from  m>o,  fire,  and  Ai-o,  to  wash ;  and  for  ihe  same  reason 
it  is  whimsically  entitled  by  the  French  le  savon  de  verriers.  It  is  easily  distinguished  from  psilo- 
raelane  by  its  inferior  hardness,  and  usually  by  being  crystalline. 

200.  CREDNERITE.    Kupferhaltiges  Manganerz  CretZner,  Jahrb.  Min.,  5,  1 847.  Mangankup- 
feroxyd  i/aw6T/2.,  Handb.,  1582,  1847.    Mangankupfererz,  Crednerit,  Bamm.,  Pogg.,  Ixxii.  559. 

Monoclinic.  Foliated  crystalline.  Cleavage  :  basal  very  perfect ;  less 
distinct  in  two  other  directions  obliquely  inclined  to  one  another. 

H.  =4'5.  G.=4*9— 5"1.  Lustre  metallic.  Color  iron-black  to  steel- 
gray.    Streak  black,  brownish. 

Comp. — Cu^  Mn-=Oxyd  of  copper  42-9,  oxyd  of  manganese  57*1  =  100;  but'often  mixed  with 
oxyd  of  manganese.  Analyses  :  1,  Credner  (Pogg.,  Ixxiv.  555) ;  2-4,  Rammelsberg  (1.  c,  and 
Min.  Ch.,  178): 

Mn       Mn     Cu       :6a     Ca     fi  0 

I.  Friederichsrode    22*96    31*25    42*13    0  52    0*63    0-25   ,  gangue  0-63  =  98-37  Cred. 

2.  "  52*55    40-65    1*48    5-78  =  l(M)  46  Ramm. 

3.  "  56-29    32-35    3-08    0*76    8-58  =  99*06  Ramm. 

i.  "  64-24    23-73    2-01     •    8-83  =  98-81  Ramm. 

Pyr.,  etc. — B.B.  fusible  only  on  thin  edges.  With  borax  in  O.F.  gives  a  dark  violet  color 
(manganese);  with  salt  of  phosphorus  a  green  glass,  which  on  cooling  is  blue,  and  in  R.F.  be- 
comes red  (copper).    Soluble  in  muriatic  acid  with  evolution  of  chlorine. 

Obs. — From  Friederichsrode,  with  volborthite,  malachite,  and  manganese  ores.  Rammelsberg 
observes  that  this  ore  is  undoubtedly  the  source  of  the  cupreous  manganese,  a  secondary  prod  ict 
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201.  PLATTXERITE.    Schwerbleierz  Breith.,  J.  pr.  Ch.,  x.  508,  1837.    Plattnerit  Said,  Handb., 
50-i,  1845.    Brauubleioxyd  Eausm.,  Handb.,  202,  1847. 

In  hexagonal  prisms  with  repraced  basal  edges,  planes  0,  I,  I,  but  pseudomorphous  after  pjro- 
morphite  (Greg) ;  cleavage  hidistinct.  G.  =  9-39  — 9-45.  Lustre  metallic  adamantine.  Color  iron- 
back.    Streak  brown.    Opaque.  • 

CoMP.— According  to  Plattner  (J.  pr.  Ch.,  x.  508),  Pb  0-=Lead  86*6,  oxygen  1.3-4  =  100.  Prob- 
ably from  Leadhills,  Scotland.  A  doubtful  species.  The  specific  gravity  given  is  as  high  as 
that  of  the  protoxyd  of  lead. 

•JOIA.  Taxadic  Ochre. — (Vauadic  acid  Teschemacher,  Am.  J.  Sci..  11.  xi.  2.3-3,  1851.)  A  yellow 
pulveru.ent  substance,  encrusting  masses  of  native  copper,  along  with  quartz,  at  the  Cliff  mine, 
Lake  Superior,  according  to  J.  E.  Teschemacher  (1.  c).  The  color  before  the  blowpipe  changed  to 
black;  also  the  powder,  boiled  ui  nitric  acid,  afforded  an  apple-green  solution,  from  which,  on 
partial  evaporation,  after  standing  some  weeks,  red  crystalline  globules  formed  on  the  surface, 
which,  as  they  enlarged,  feil  to  the  bottom;  by  means  of  these  crystal  ine  masses  the  vanadates 
of  silver  and  lead  were  made.  As  no  metal  was'  found  in  the  first  solution,  the  yellow  mineral 
was  inferred  to  be  probably  vanadic  acid  (V  0^). 


B.  HYDROUS  OXYDS. 


1.  Oxygen  ratio  for  fe,  H=:l  : 

202.  TUEGITE 


O.  ratio  for  R,  H=l  :  i 


203.  DiASPORE 


AlH 
205.  Maxganite 


3.  O.  ratio  for  fi,  H=:l  :  i 

206.  Llmoxite 

4.  O.  ratio  for  S,  H=l  :  f. 

207.  Xaxthosideeite  Fe 

209.  Eliasite 

5.  O.  ratio  for       H=^l  :  1. 


210.  Brucite 

211.  Pyrochboite 

21>.  GiBBSIlE 


Mg  H  (or  Mg3  H^) 
Mn  H  (or  Mu=^  H"*) 
Al  IP 

216.  GUMMTE 


204.  GOTHITE 


3?e^ 


208.  Beacxtte  (^1^  3Fe) 

3Fe) 


21.3.  LnixiTE  3Fe  fi^ 

2 1 4.  Kydrotalcite  (i  ^1  + 1  %')     +  2  fl 

215.  Pyroadeite  (i  Fe  + 1  Mg')     +  2  H 

Pe) 


Appendix. — 217.  Psilomelane.    218.  Wad:  A,  Bog  Maxgaxese  ;  B,  Asbolite;  0,  Lampadite. 


202.  TURGITE.    Hematite  pt.    Red  Ochre  pt.   Turgit  Etrm.,  Bull.  Soc.  Nat.  Moscow,  i.  252, 
1845.    Hydrohaematit  Breith.,  Handb.,  846,  1847. 

Compact  fibrous  and  divergent,  to  massive;  often  botrvoidal  and  sta- 
lactitic  like  limonite.    Also  eartliv,  as  red  ochre. 

H.  =  5-6  ;  5-5,  Brush.  G.  =  3-56-3-TJ:,  from  Ural,  Herm. ;  4-29-449, 
fr.  Hof,  Breith.  ;  4'6S1,  fr.  Horhansen,  Bergemann  ;  4"14,  fr.  Salisbury, 
Brush.    Lustre  submetaljiV*  and  soniewliat  satin-like  in  the  direction  of  the 
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Color  reclclisL-blaclv,  to  dark  led 


lustrous,  like  uiucb 


fibrous  structure  ;  also  dull  earth3\ 
bright-red  when  earthy ;  botrvoidal  surface  often 
liinonite.    Streak  red.  Opaque. 

Comp.— Pe-  H=Sesqiuoxyd  of  iron  94-7,  water  5-3  =  100.  Analyses:  1,  Hernjaun  (1.  c.) 
F.  W.  Fritzscbe  (Breith.  Handb.,  1.  c);  3,  4,  Bergemann  and  Pfeifier  i^Ramm.  ^Min.  Ch.,  980) 
Rodman  {Am.  J.  Sei.,  11.  xliv.  219): 


1.  Ural 

2.  Hof 

3.  Horhausen 
4. 

5 


Fe 
85-34 
93-49 
89-H4 
92-93 


Mn 


1-40 


0-61 


H  Insol. 

5  81  7-50,  Cu,  Ph  1-85  =  100  Herm. 

4-  61       1-91,  S  0-09  =  100-10  Fritzsehe. 

5-  64  2-79  =  99-47  Bergemann. 
5-31  0-93,  Ca  MO— U)o-27  Pfeiffer. 


H: 


5-20,  Si  2-06,  ^1  0-75,  P,  S,  Co  ir. =99-98  Rodman. 
:o'02  and  5*09  p.  c. ;  for  specimens  from  Lehigh  valley, 


Sahsbiuy       |  91-36 
In  other  determinations  for  No. 
Pa.,  5-34  Roepper. 

Pyr.j  etc. — Heated  in  a  closed  tube,  flies  to  pieces  in  a  remarkable  manner,  and  in  this  distinct 
from  hematite  and  limonite ;  yields  water.    Otherwise  like  hematite. 

Obs. — A  very  common  ore  of  iron,  often  taken  for  limonite,  with  which  it  is  frequently  asso- 
ciated, and  which  it  resembles,  except  in  its  superior  hardness,  streak,  and  decrepitation.  It  also 
looks  very  much  like  fibrous  hematite.  Hermann's  mineral  was  from  the  Turgiusk  copper  mine 
near  Bosgolovsk,  in  the  Ural,  and  from  the  Kolyvan  district,  in  the  Altai ;  that  of  Breithaupt, 
from  near  Hof  in  Bavaria,  and  Siegen  in  Prussia;  found  also  with  limonite  at  Dusseldorf  in 
Prussia ;  at  the  Louisa  mine,  Horhausen.  In  the  United  States  it  occurs  abundantly,  and  very 
large  botryoidal  massive,  at  the  limonite  ore  bed  of  Salisbury,  Ct.,  as  detected  by  Prof.  Brush 
(Am.  J.  Sci.,  II.  xliv.  219),  usually  constituting  the  exterior  layer  of  the  hmonite,  sometimes  an 
inch  or  more  thick.  The  line  of  demarcation  between  it  and  the  limonite  is  very  distinct,  and 
separation  along  it  is  often  easy. 

Artif. — E.  Davies  has  shown  that  the  ordinary  precipitate  of  hydrate  of  iron,  on  being  boiled 
in  water,  may  have  its  water  reduced  to  3-5'i  p.  c.  (J.  Ch.  Soc,  II.  iv.  69) ;  and  Rodman  (1.  c.)  has, 
by  the  same  method,  reduced  it  to  2  p.  c,  showing  that  the  water  varies  with  the  temperature 
of  origin ;  and,  as  Davies  observes,  no  great  heat  is  needed  to  make  thus  anhydrous  hematite. 


203.  DIASPORE.    Diaspore  Rauy,  Tr.,  iv.  1801.    Blattricher  Hydrargillit  Hausm.,  Handb., 

442,  1813.    Hydrate  of  alumine. 

Orthorhombic.    7A'7==93°  424',  0  M-i=14.r  12^' \  a\l\  ^=0-64425 


:  1  :  1'06T.    Observed  planes :  vertical,  /, 
domes,       ^-z,      ;  octahedral,  1,  2-2,  I-2,  f-fo,  f- 
0  A  1-2=148°  52^'  1-2  A 1-2,  basal,  =  TO°  52' 

i-i  A  1-2=  121  ^  i-l  A  1-2  =  104  141 

1-2  A  1-2,  mac,  =  116  40    ^-2  A  1  =  116  D^ 
1-2  A  1-2,  brach.,  =  151  31     A  1-5  =  120  33 J 


^-5,  I 


1-2 ; 


25  ^  "^J 


4-Y-. 
^'-2  A  2-2  =  129°  4r 
^•-3  A  2-3  =  140  50 J 
1-2  A  1-2,  top,  =  117  45 
i-l  A  2-2  =  115  Gi- 


ns 


Crystals  usnally  thin,  flattened  parallel  to 
i-l :  sometimes  acicnlar ;  commonlj  implanted. 

2-2  less  perfect.  Occurs 


Cleavage  :  2-2  eminent ; 

foliated  massive  and  in  thin  scales ;  sometimes 


Schemnitz. 


asparagus-green 
Yery  brittle. 


m  a 


stalactitic. 

H.  =  6-5-7.  G.  =  3-3-3-5;  34324,  Haiiy ; 
3-452,  Dufrenoy;  3-30— 3'34,  fr.  Schemnitz'. 
Lustre  brilliant  and  pearly  on  cleavage-face  ; 
elsewliere  vitreous.  Color  whitish,  grayish- 
wliite,  greenish-gray,  hair-brown,  yellowish,  to 
colorless ;  sometimes  violet-blue  in  one  direc- 
tion, reddish  plumb-blue  in  another,  and  pale 
third.    AYhen  thin,  translucent  —  subtranslucent. 
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Comp. — ^1 11:=  85-1  alumina,  14-9  water=100.  Analyses:  1,  2,  Dufrenoy  (Ann.  d.  M.,  Ill 
X.  577,  ls36);  ?>,  Hess  (Pogg.,  xviil  255);  4,  Damour(C.  R..  xxi.  H22) ;  5,  L)\ve  (Fogg..  Ixi.  3"7i; 
6,  7,  J.  L.  Smith  (Am.  J.  Sci.,  II.  xi.  58);  8,  Damour  (L'Institut,  1853,  78);  9,  C.  T.  Jackson 
(Am.  J.  Sci.,  II.  xlii.  108) ;  lo,  S.  B.  Sharpies  (Priv,  contrib.) : 


^1 

H 

Fe 

Si 

1. 

Siberia 

•74-66 

14-58 

4-51 

2-90,  Ca  and  Mg  1-64=98-29  Duf. 

2. 

Id. 

78-93 

15-18 

0-52 

1-39,  Ca  1  •98  =  97-95  Duf. 

:-!. 

Miask 

85-44 

14-56 

 =10i»  Hess. 

4. 

J-Jiberia 

79-91 

14-90 

 .  imattacked  5-80=100-61  Dam. 

5. 

Schemnitz 

85-13 

15-00 

 =  100-1 3  Lowe.  G-.=3-:;03. 

6. 

Gumuch-dagh 

83-12 

14-28 

0-66 

0-8-2,  Ca.  Mg  ^/■.  =  9S-S8  S.   G.  =  3-45. 

7. 

Xaxos 

82-94 

14-81 

1-06 

0-26,  Ca  0-M5  =  99-42  S. 

8. 

Baliia.  S.  A. 

84-02 

14-59 

3Fe 

0-68 

0-43  =  99-72  Damour.    G.  =  3-464. 

9. 

Chester,  Mass. 

8S-0 

14-8 

il 

3-0 

 =100-8  Jackson.    G.  =  3-39. 

10.  Xewlin,  Pa. 

80-95 

14-84 

u 

3-12 

1-53  =  100-44  Sharpies. 

Anal.  2  was  made  on  the  mineral  of  anal.  1  after  removing  the  iron  by  sulphuric  acid. 


Pyr.,  etc. — In  the  closed  tube  decrepitates  strongly,  separating  into  pearly  white  scales,  anj 
at  a  high  temperature  yields  water.  The  variety  from  Schemnitz  does  not  decrepitate.  Infusible ; 
with  cobalt  solution  gives  a  deep  blue  color.  Some  varieties  react  for  iron  with  the  fluxes.  Xot 
attacked  by  acids,  but  after  ignition  becomes  soluble  in  sulphuric  acid. 

Obs — Commonly  found  with  corundum  or  emery  in  dolomite,  chlorite  schist,  and  other  crys- 
talline rocks,  in  nests,  or  as  implanted  crystals  on  corundum  and  other  minerals.  Occurs  near 
Kossoibrod,  district  of  Katharineuburg  in  the  Ural,  in  granular  limestone  with  emery ;  at  Schem- 
nitz in  veins  between  dolomite  and  limestone;  at  Broddbo  near  Fahlun  ;  witli  corundum  in  dolo- 
mite in  Campo  Longo.  near  Dazio  Grande,  in  the  Canton  of  Tessin  in  S^^itzerlalld ;  at  Gumuch- 
dagh  and  Manser,  Asia  Minor,  and  the  Grecian  islands  Xaxos,  Samos.  and  Xicaria.  with  emery, 
as  detected  by  J.  L.  Smith  ;  with  topaz  and  margarodite  at  TrumbuU.  Ct.,  but  rare ;  \v\t\i  corun- 
dum and  margarite  at  Xewhn,  Chester  Co.,  Pa. ;  at  the  emery  mines  of  Chester,  Mass.,  in  large 
plates  and  crystals.    Exists  also  as  an  impurity  in  some  zeolites  (Scheerer.  Pogg.,  cviii.  430). 

The  above  angles  are  from  Kokscharof  (Min.  Russl.  iii,  169).  Marignac  obtained  bv  measure- 
ment 14Al--/=117°  46',  z-2  Ai-2=130=,  1-2x1-2=151  36  and  116  38';  PhiUips."  2-2 ,  e-2  = 
129'  4S';  Keungott,  ?-2  A  z-2  =  129'  32';  Haidinger,  z-2  .\ z-2  =  129'  54',  1-2  A  1-2=151  54'. 

Diaspore  was  named  by  Haiiy  from  6iac-c:o  -.,  to  scatter,  aUuding  to  the  usual  decrepitation 
before  the  blowpipe.  Le  Lievre,  as  Haiiy  states,  first  made  known  the  species,  having  found  it  at 
a  mineral-dealer's  in  Paris,  and  given  it  to  Vauquelin  for  analysis.  Its  original  locality  is  not 
known,  but  is  supposed  to  have  been  the  Urals.  Vauquehn  obtained  alumina  80,  oxyd  of  iron 
3,  water  16  to  18  =  100  (Haiiy,  Tr.,  \.  c,  and  Ann.  Ch.,  xlii.  1  13,  1802). 

204.  GOTHITE.  Diinnschuppiger,  linsenformiger,  rubinrother,  etc.  Eiseuglimmer  (fr.  SIegen\ 
Becker,  Min.  Beschr.  O.-Xass.  Laude,  401,  1789.  Kryst.  fasriger  Brauneisenstein  Molis,  Xull 
Min.  Kab.,  iii.  403,  1804.  Gothit  (fr.  Eiserfeld  near  Siegen)  J.  G.  Leaz,  Tabell.  gos.  Mineral- 
reich,  46.  Jena,  1800,  foL,  Moll's  Efem.,  iv.  505,  1808,  UUmann's  Ueb.,  304,  1814.  Pyrrhosiderit 
[not  Pyrosiderit]  Ullmann,  Hausm.  Handb.,  268,  1813,  Ullmann's  Ueb.,  144,  299,  3i  »4,  1814  [but 
given  many  years  before  to  his  class].  Schuppig-fasriger  Brauneisenstein  (fr.  llollerter  Zug)  = 
Lepidokrokit  Ullmann,  Hausm.  ib.,  269,  1813,  Ullmann's  Ueb.,  148,  316,  1811.  Haarfurmiger 
Brauneisenstein  iZaM5?n.  ib.,  270,  1 8 13=Xadeleisenerz  5rei^/i.,  Char.,  1823.  Brown  Iron-stono 
pt.,  Brown  Iron-ore  pt.,  Brown  Hematite  pt.,  of  Jameson,  PluUqjs,  etc.  Sammteiseuerz,  Sam- 
metblende  pr.  =  Przibramit  in  Glock.  Handb.,  549,  1831. 

Chileit  Brtitli.,  J.  pr.  Ch.,  xix.  lOH,  1840.  Onegit  (fr.  L.  Onega)  Andre  (of  Briinn).  Tageblatt, 
Xo.  18,  1802,  Moll"s  Efem.,  ii.  Iu9,  112,  1806  =  Ore  of  Titanium  various  a'i^/i.  for -.15  years  =  G6thite 
later  auih. 

Ortliorlioml)i(3.  7a  7=04:°  52',  M.(95°  14',  Levy  ;  06°,Yorke;):  0  Al-i 
=  146°  33'  ;  a  :  h  :  c=0"G6  : 1  :  1*089.  Observed  planes:  vertical,  7,  i-i,  i-2, 
i-l  ;  domes,  l-i ;  octahedral,  1,  1-2,  3-5,  f-|. 

OA  3-3=115°  44'       6>aM=14S°  48'  1-2  A 1-2,  mac.,=151°  35' 

OA  1-2  =  143  55        6>Af-|=121  8  i-2Ai-2  =130  40 

OM  =138     6        lAl,  brack.,  =  121  4  A  2-2,  ov.  ^-^,=122  52 


f 
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1*^4  Jii  prisms  longitudinall)^  striated,  and  often  flattened  into 
scales  or  tables  parallel  to  the  shorter  diagonal.  Cleavage  : 
brachy diagonal,  very  perfect.  Also  fibrous ;  foliated  or  in 
scales  ;  massive  ;  reniform  ;  stalactitic. 
^  IT.  =  5  — 5*5.  G.=:4:'0— i-4  ;  4*37,  crystals  from  Lostwithiel 
in  Cornwall,  Yorke.  Lustre  imperfect  adamantine.  Color 
yellowish,  reddish,  and  blackish-broAvn.  Often  blood-red  by 
transmitted  light.    Streak  brownish-yellow — ochre-yellow. 


Var. — 1.  Tn  thin  scale-like  or  tabular  crystals,  usually  attached  by  one  edge.  Such  is  the  ori- 
ginal GoiJiite  (Fyrrhosiderite  or  Ttubinglimmer)  of  Siegen. 

2.  In  acicular  or  capillary  (not  flexible)  crystals,  or  slender  prisms,  often  radiately  grouped : 
the  Needle- Ironstone  (Kadeleisenstein).  It  passes  into  (&)  a  variety  with  a  velvety  surface:  the 
Przihrarnite  (Sammetblende)  of  Przibram  is  of  this  kind. 

(c)  OnegUe  is  acicular  gothite  penetrating  quartz,  like  rutile,  from  an  island  in  L.  Onega,  Russia, 
where  it  was  found  in  loose  stones,  in  ISdO,  by  Mr,  Armstrong,  an  Englishman.  l!;  has  also 
been  called  Fidlonite,  after  Mr.  FuUon,  a  brother-in-law  of  Mr.  A.,  who  also  possessed  specimens. 

3.  Columnar  or  fibrous. 

4.  Scaly-fibrous,  or  feathery  columnar,  the  lines  consisting  of  more  or  less  distinct  scales,  some- 
what like  i^lumose  mica ;  the  Lepidocrocite  (fr.  Ae-i?,  scale,  and  -c^  'K-ic,  fiber). 

5.  According  to  Hausmaun,  compact  massive,  with  a  flat  conchoidal  fracture,  liver-brown  to 
blackish-bro\^ai  and  rust-brown  color;  and  sometimes  reniform  or  stalactitic. 

6.  Disseminated  microscopic  crystals  of  gothite  are  one  source  of  tlie  frequent  aventurine  and 
opalescent  character  of  specimens  of  different  feldspars  (see  p. 

Comp.— iPe  H=Sesquioxyd  of  iron  89*9,  water  10-1  =  100.  Analyses:  1-B,  v.  Kobell  (J.  pr.  Ch., 
i.  181,  319);  4,  Brandes  (Nogg.  (^eb.  in  Rheiul.  Westph.,  i.  358j;  5,  6,  v.  Kobell  (1.  c.) ;  7,  Plattner 
(J.  pr.  Ch.,  xix.  103);  8,  Yorke  (Phil.  Mag.,  III.  xxvii.  264): 


1.  Eiserfeld,  Gothite 

2.  H.  Zug,  Lepid. 
3. 
4. 

5.  Amberg,  mass. 

6.  Maryland,  " 

7.  Chili,  Clnleite 

8.  Lostwithiel,  cryst. 

G-othite  from  near  Marquette  gave  G.  J.  Brush  ]0-4'7  H  (Am.  J.  Sci.,  II.  xxxvii.  2Vl).  Tho 
Amberg  mineral  (anal.  5)  has  been  called  slilpaosiderite ;  but  UUmann,  who  gave  this  name,  found 
for  his  mineral  the  composition  of  limonite  (q.  v.) 

Pyr.,  etc. — In  the  closed  tube  gives  off  water  and  is  converted  into  red  sesquioxyd  of  iron. 
"With  the  fluxes  like  hematite  ;  most  varieties  give  a  manganese  reaction,  and  some,  treated  in  the 
forceps  in  O.F.,  after  moistening  in  sulphuric  acid,  impart  a  bluish-green  color  to  the  flame  (phos- 
phoric acid).    Soluble  in  muriatic  acid. 

Obs. — Found  with  the  other  oxyds  of  iron,  especially  hematite  or  limonite.  Occurs  at  Eiserfeld 
near  Siegen,  in  Nassau,  in  lameUiform  and  foliated  crystallizations  of  a  hyacinth-red  color,  with 
limonite ;  at  Zwickau  in  Saxony ;  Oberkirchen  in  Westerwald,  etc. ;  near  Clifton  in  Oloucester- 
shire.  near  Bristol,  England  ;  in  Cornwall,  near  BotaUack  and  Lostwithiel,  some  of  the  crystals  1^ 
—  2  in.  long  and  i  in.  across ;  in  Somersetshire,  at  the  Providence  iron  mines. 

In  the  U.  States,  at  the  Jackson  Iron  Mtn.,  near  Marquette,  L.  Superior,  in  lamelliform  crystals  ; 
in  Penn,,  near  Easton,  the  var.  lepidocrocite  with  limonite  ;  in  California,  at  Burns  Creek,  Mariposa 
Co.,  in  quartz ;  in  Oregon.  1 G  m.  from  Portland. 

Named  6^6Y/<i^e  after  the  poet  philosopher  Gothe;  and  Fyrrhosiderite  from  ■Kv(,p„^,  fire-red,  and 
trior?oof,  iron.  The  name  Oneyite  has  priority,  but  it  was  given  without  a  proper  description,  and  for 
25  years  the  nature  of  the  mineral  was  unknown. 


Fe 

Mn 

H 

Si 

0-51 

11-38 

0-8.=; 

,  Cu  0-90=99-99  Kobell. 

90-53 

9-47 

=  100  KobeU. 

85-65 

2  50 

11-50 

0-35 

=  1 00  KobelL 

88-(iO 

0  50 

10-75 

O-.jO 

=  90*7  5  Brandes. 

86-24 

10-68 

2-<i0 

tb  1 -08  =  100  KobelL 

86-;o2 

10-80 

2-88 

=  100  Kobell. 

83-5 

10-3 

4-3, 

Cu  1-9  =  lou  Plattner. 

89-00 

0-16 

1007 

0-28 

=  100-(.6  Yorke. 

205.  MANGANITE.  Manganaise  cristallis^  de  Lisle,  Crist.,  330,  1772,  iii.  101,  1783.  Man- 
ganese oxyde  metalloide  J/,  Tr,,  iv.  1801  (with  figs.).  Grau-Braunsteinerz  pt.  Wern,,  !  :S9; 
Earsien,  Tab.,  1800.    Graumanganerz  pt.  Earsien,  Tab.,  1808.    Grau-Braujistein  pt.  J7-?/sm> 
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Handb.,  288,  1813,  390,  1847.  Gray  Oxyd  of  ISIanganese  pt.  Piismatoidischcs  Mang:an-Erz 
Mohs,  Grundr.,  488,  1824.  Maiiganite  Haid.,  Trans.  E.  So3.  Edinb.,  1827.  Acerdese  Btud.^ 
Tr.,  ii.  678,  li>32.    Newkirkite  Thorn.,  Min.,  i.  509,  1836. 


Orthorliombic.    7a  7=09°  40',  O  A  1-?  =  147°  9^' ;  a\h\  6'=0-(1455  : 
1  :  1'185.    Hemihedral,Jii  plane  |-2.    Observed  planes,  O  (nneonunon)  ; 
vertical,  /,  i-i^  i-l,       2-|,       ^'-f ,  i-2  ;  domes,  1-2 
2,  1-2 


1-3,  2- 


6.-9 


octahedral,  1, 


6^A2-z=127°  46' 
0  A  1-3=146  9 
0  A  1-2  =  144  59 
6>  A  1  =  139  49 
0  A  2-2  =  128  18 
6>  Al-z=151  25 


1  A  1,  mac,  =  130°  49' 
1  A  1,  brach.,  =  120  54 
1-3  A  1-3,  mac,  =  162  39 
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t-2  A  t-'l,  mac 


134  14 


i-2  A  i-2,  I)r.,  =  118  48 
i-3  A  ^'-3,  br.,  =  136  54 


Twins :  composition-face  l-i.  Cleavage :  i-i  very 
perfect,  /  perfect.  Crystals  longitudinally  striated, 
and  often  grouped  in  bundles.  Also  colunniar ;  seldom 


granular ;  stalactitic 


H.=4.  G.=4-2— 4-4.  Lustre  submetallic  Color 
dark  steel-gray — iron-black.  Streak  reddish-brown,  sometimes  nearly 
black.  Opaque;  minute  splinters,  sometimes  brown  by  transmitted  light. 
Fracture  uneven, 


Comp.— Mn  H=Sesquioxyd  of  manganese  89*8  (=Mn  62-5,  0  27-3),  water  10-2  =  100.  Anal- 
yses:  1,  Arfvedson  (Schw.  J.,  xxvi.  262);  2,  Gmelin  (ib.,  xlii.  208);  3,  4,  Turner  (Ediub.  Trans., 
1828);  5,  How  (Phil.  Mag.,  IV.  xxxi.  166): 


Mn 

0 

1. 

West  Gothland 

89- 

92 

2. 

Ilefeld 

62-86 

27-64 

3. 

,1 

62-68 

27*22 

4. 

It 

62-77 

27-13 

5. 

Cheverie 

86- 

31 

H 

l()-()8  Arfvedson. 

9-50  Gmehn. 
'10  10]  Turner. 
'10- 10]  Turner. 

'10-00,  gangue  1-14,  ^e,  :6a.  loss  2-0.5  Ho\ 


Pyr.,  etc. — In  the  closed  tube  yields  water ;  otherwise  like  braunite. 

Obs. — Occurs  in  veins  traversing  porphyry,  associated  with  calcite  and  barite,  at  Ilefeld  in 
the  Harz;  Ilmenau  and  Oehrenstock  in  Thuringia ;  Undenaes  in  Sweden ;  Christiansaivd  in  Nor- 
way; Cornwall,  at  various  places,  occurring  crystallized  at  Botallack  mine.  St.  Just;  Calluigtcn 
and  at  the  Royal  iron  mines ;  also  in  Cumberland,  Devonshire,  Somerset ;  Aberdeenshire,  Scot- 
land :  near  Ross  and  elsewhere  in  Ireland. 

In  Xova  Scotia,  at  Cheverie,  Hants  Co.,  and  "Walton;  also  10  m.  W.  of  Walton,  where  it  forms 
a  bed  of  conglomerate,  along  with  quartz  pebbles.  In  New  Brunswick,  at  Shepody  mountain, 
Albert  Co. ;  Tattagouche  R.,  Gloucester  Co. ;  Upham,  King's  Co. ;  and  Dalliousie,  Restigouche 
Co.^ 

KeickirMte  of  Thomson,  from  Newkirchen  in  Alsace,  according  to  Lettsom,  is  notliiug  but 
manganite. 

Alt. — By  loss  of  water  changes  to  pyrolusite,  hausmannite,  or  braunite.  Yarvaciie  of  R. 
PhiUips,  from  Warwickshire,  is  considered  an  altered  manganite,  consisting  largely  of  pyrolusite. 
B'-eithaupt  observed  a  crystal  with  nearly  the  angles  of  manganite,  giving  /  a  /=:80'  2'^  and  99° 
36'.    H.  =  2-o— 3.    G.=1-2S3— 4-623. 
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20o.  LIMONITE.  llx"^^"^  ^'^"^  (fr-  Iberia)  Diosc.  Schistus,  Haematites,  Plin.,  xxxvl  37 
38.  Hiiematites  pt,  Blodstcn  pt.  [rest  red  hematite],  WaU.,  260,  1747,  Cronst,  178,  1758 
Hematite  pt.,  Fr.  Trl.  Wall.,  469,  1*753.  Braun-Eisensteiii  (incl.  Eisenrahm,  Brauner  Glaskopf; 
Wern.,  Bergra.  J.,  383,  1789.  Braiincisenstcin  pt.  [rest  Gothite]  Eausm.,  Handb.,  268,  1813, 
Braun-Eisensteln,  Stilpuosiderit,  Ullmann,  Ueb.,  146,  305,  148,  318,  1814.  Brown  Iron  Stone 
pt.,  Brown  Hematite,  Brown  Ochre,  Jameson^  Min.,  253,  261,  1816.  Limonite  pt.  [rest  Gothite, 
Bog  Ore]  Beud.,  Tr.,  ii.  702,  1832  [not  Limonit  Ilausm.,  1813  (=Bog  Ore  only)]. 

Q,i^pa  [yeUow  and  brown]  Theophr.  ?  Sil  Plin.,  xxxiii.  56.  Ochra  nativa,  Germ.  Berggeel, 
Agric.,  4t)6,  1546.  0.  nativa,  Sil,  Berggelb,  Ockergelb,  Gesner,  Foss.,  8,  1565.  Ochriger 
Brauneisensteiu  Wern.,  Karst.    Brown  Ochre  pt,  Yellow  Ochre  pt. 

Minera  Ferri  subaquosa,  Min.  F.  lacustris,  v.  palustris,  Sjoemalm,  Myrmahn,  Wall.^  263, 
1747.  Mine  de  fer  hraoueuse  Fr.  Trl.  WaU.,  1753.  Ferrum  limosum,  etc.,  Wall.^  ii.  256,  1775. 
Raseneisenstcin  (iucl.  Morasterz,  Sumpferz,  Wiesenerz)  Wern.,  Bergm.  J.,  383,  1789.  Marsh 
Ore,  Bog  Ore,  Meadow  Ore  pt.,  Kirwan.  Jameson^  etc.  Limonit  (= Raseneisenstcin  or  Bog  Ore) 
Hausm.,  Handb.,  283,  1813  [not  Limonite  of  Beud.,  wh.  incl.  all  hydrous  ox.  of  iron].  Limnit 
Glock.,  Syn.,  62,  1847.  ' 

Usually  in  stalactitic  and  botrjoidal  or  manimillary  forms,  having  a 
fibrous  or  subfibrous  structure  ;  also  concretionary,  massive ;  and  occasion- 
ally earthy. 

H.  =  5  — 5"5.  G.  =  3'6— 4.  Lustre  silky,  often  submetallic  ;  sometimes 
dull  and  earthy.  Color  of  surface  of  fracture  various  shades  of  brown, 
commonly  dark,  and  none  bright ;  sometimes  witli  a  nearly  black  varnish- 
like exterior ;  when  earthy,  brownish-yellow,  ochre-yell'ow.  Streak  yel- 
lowish-brown. 

Var. — (1)  Compact.  Submetallic  to  silky  in  lustre;  often  stalactitic,  botryoidal,  etc.  (2) 
Ochreous  or  earthy,  brownish -yellow  to  ochre-yehow,  often  impure  from  the  presence  of  clay, 
sand,  etc.  (3)  Bog  ore.  The  ore  from  marshy  places,  generally  loose  or  porous  in  texture,  often 
petrifying  leaves,  wood,  nuts,  etc.  (4)  Brown  clay-iroiisione,  in  compact  masses,  often  in  concre- 
tionary nodules,  having  a  brownish-yellow  streak,  and  thus  distiuguisiiable  from  the  clay-iron- 
stone of  the  species  hematite  and  siderite  ;  it  is  sometimes  {a)  pisolitic,  or  an  aggregation  of  con- 
cretions of  tlie  size  of  small  peas  (Bohnerz  Germ.);  or  {b)  oolitic. 

Only  part  of  stalactitic  limonite,  brown  or  j^ellow  ochre,  bog  ore,  and  clay-ironstone  belong  here, 
the  water  present  sometimes  much  exceeding  that  of  limonite,  so  as  to  make  them  of  the  species 
xanthosiderife  or  limnite  But  since  in  the  determinations  of  the  water  analysts  have  not  always 
separately  estimated  the  organic  ingredients,  it  is  at  present  impossible  to  refer  the  analyses  in 
all  cases  to  their  true  places. 

Kaliphiie  of  Ivanoff  is  a  mixture  of  limonite,  oxyd  of  manganese,  silicate  of  zinc  and  lime, 
from  Hungary. 

Comp. — Fe-  H^=Sesquioxyd  of  iron  85*6,  water  1 4*4=  100,  Li  the  bog  ores  and  ochres,  sand, 
clay,  phosphates,  oxyds  of  manganese,  and  humic  or  other  acids  of  organic  origin  are  very  common 
impurities. 

Analvses:  1.  LTUmann  (Ueb.,  314,  1814);  2.  3,  v.  Kobell  (J.  pr.  Ch.,  i.  181,  319);  4,  Beck  (Min. 
N.  Y.,  33);  5,  Amelung  (Ramm.  Min.  Ch.,  149);  6,  Schonberg  (J.  pr.  Ch.,  xix.,  107);  7,  C.  Berge- 
niann  (Verb.  nat.  Ver.  Bonn,  xvi.  127);  8.  Litton  (Rep.  G.  Mo.,  1855);  9,  C.  S.  Rodman  (priv.  cou- 
trib.);  10-13,  Schenck  (Amu  Ch.  Pharm.,  xc.  123)  : 

Fe  ^n       H  Si  P 

1.  Westerwald,  Stilpn.  8C-50      tr.  16  00  2-25   =  98*75  Ullmann. 

2.  "Perm,  fibrous  83-:^,8    15-01  1-61  =l(iO  Kob. 

3.  Siegen,  piM?/  82-87  tr.  13-46  0-67  3-00,  Cu,  Ca  ^r.=r  100  Kob. 

4.  Amenia,  K  Y.,  5^a^ad.  Zm.  82-90      tr.  13-50  3-60*^   =100  Beck. 

5.  Rubelund,  Harz  86-7  7    13-23     =  100  Amelung. 

6.  Horhausen  82-27    13-26  4-50   =  100-():-i  Schonberg. 

7.  "  G.=3-908       82-ii3     2-35    12-33    2-27   =  99-58  Bergemauu. 

8.  Buffalo,  Mo.  84-80    11-62    2-88   ,  Al  0-64.  S  0-12  =  100-06  Litton. 

9.  Salisbury,  Ct.  81-13     0-60    13-81    3-68      tr.,  ^1  -93,  Co,  Ca,  S  <r.  =  100-lo  R. 

*  With  alumina. 
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3Fe       H       Si  3^1 

10.  Dist.  of  Kandern,  ^/50?272c  71-7]  8-28  18-00  6-71,  Ca  O'CO^  100-25  Sehenck. 

"           "  75-51  12-99    5-80  G-86=10ri6  Scheuck. 

12.*        "           "  G8-70  1  1-53  11-80  7-ttT  =  99-50  Schenck. 

13'.       »  70-4G  11-12  13-04  5-88  =  100-50  Schenck. 

A  concretionary  ore  from  Staatswalcl  Ilardt,  TYurtemberg,  afforded  A.  Muller  (J.  pr.  Ch.,  Ivil 
124)  0-05  p.  c.  of  chromic  acid,  and  d'Oo  of  vanadic ;  and  traces  of  titanium,  sulphur,  and  arsenic 
have  been  found  in  others. 

The  organic  acids  sometimes  amount  to  12—15  p.  c,  as  in  the  following  :  1,  T.  S.  Hunt  (Rep. 
G.  Can.,  513.  18G8);  2,  3,  Wicgmann  (Preischr.  Torfes,  75,  76,  1837j; 


Mn 

1.  Poiute  du  Lac,  Ochre     ,  59-10   

2.  Braunschweig,  Bog  ore  Fe  66   

3.  "  "       "  68-5  1-5 


II  Si        ^  Humic  acid. 

21-14  1-15    15-01,  sand  8-60=100  Hunt. 

13    7        14=100  Wiegmann. 

lU-5   7-0      12-5  =  100  Wiegmann. 


The  ochre  analyzed  by  Hunt  was  from  a  bed  in  the  soil  having  an  extent  of  many  acres  ;  the 
color  ligiit  brownish-yellow.  It  may  be  a  mixture  of  limonite  and  a  hydrous  species  containing 
oxyd  of  iron  combined  with  organic  acids.  Hunt  suggests  that  it  should  be  made  a  distinct  spe- 
cies ;  and  when  the  exact  nature  of  the  organic  acids  is  determined,  tliis  may  properly  be  done. 

In  other  analyses  of  bog  ores  from  Yaudreuil  and  other  places  in  Canada,  Hunt  found  16-50  to 
23*65  p.  c.  of  water  and  organic  acids,  but  the  proportion  of  the  two  was  not  determined.  For 
other  so-called  limonite,  bog  ores,  and  ochres,  see  Xanthosiderite  and  Limxite. 

Pyr.,  etc. — Like  gotliite.  Some  varieties  give  a  skeleton  of  silica  when  fused  with  salt  of 
phosphorus,  and  leave  a  sihceous  residue  when  attacked  by  acid.s. 

Obs. — Limonite  occurs  in  secondary  or  more  recent  deposits,  in  beds  associated  at  times  with 
barite,  siderite,  calcite,  aragonite,  and  quartz  ;  and  often  with  ores  of  manganese  ;  also  as  a  modern 
marsh  deposit. 

It  is  in  all  cases  a  result  of  the  alteration  of  other  ores,  through  exposure  to  moisture,  air,  and 
carbonic  or  organic  acids  ;  and  is  derived  largely  from  the  change  of  pyrite,  siderit^,  magnetite, 
and  various  mineral  species  (such  as  mica,  augite.  hornblende,  etc.),  which  contain  iron  in  the 
protoxj^d  state.  It  consequently  occupies,  as  a  bog  ore,  marshy  places,  over  most  countries  of  the 
globe,  into  which  it  has  been  borne  by  streamlets  from  the  hills  around  ;  and  iu  the  more  compact 
form  it  occurs  in  stalactites  as  well  as  in  tuberose  and  otlier  concretionary  forms,  frequently  mak- 
ing beds  in  the  rocks  which  contain  the  minerals  that  have  been  altered  into  it.  In  moist  places 
where  a  sluggish  streamlet  flows  into  a  marsh  or  pool,  a  rust-yellow  or  brownish-yellow  deposit 
often  covers  the  bottom,  and  an  iridescent  film  the  surface  of  the  water  :  the  deposit  is  a  growing 
bed  of  bog  ore.  The  iron  is  transported  in  solution  as  a  protoxyd  carbonate  in  carbonated  waters, 
a  sulphate,  or  as  a  salt  of  an  organic  acid.  The  limonite  beds  of  the  Green  Mountain  region  were 
shown  by  Percival  (Rep.  G.  Conn.,  132,  Am.  J.  ScL,  II.  ii.  268)  to  be  altered  beds  of  pyritiferous 
micaceous  and  argillaceous  schist ;  and  the  same  is  held  by  Lesley  as  true  also  of  the  other  beds 
of  the  Atlantic  border,  from  New  England  and  New  York,  through  Pennsylvania  (Alt.  Alto  region 
and  others),  to  Tennessee  and  Alabama  (Proc.  Am.  Ac.  Philad.,  468,  1864,  Am.  J.  Sci.,  II.  xl.  119). 

Abundant  in  the  United  States.  A  few  only  of  its  localities  are  here  mentioned ;  reference  may 
be  made  to  the  various  geological  reports  for  complete  lists.  Extensive  beds  exist  at  Salisbury 
_and  Kent,  Conn.,  also  in  the  neighboring  towns  of  Beekman,  Fishkill,  Dover,  and  Amenia,  N.  Y., 
and  in  a  similar  situation  north ;  at  Richmond  and  Lenox,  Mass. ;  at  Hinsdale  as  the  cement  in  a 
conglomerate  quartz  rock ;  in  Yermont,  at  Bennington,  Monkton,  Pittsford,  Putney,  and  Ripton. 

Limonite  is  one  of  the  most  important  ores  of  iron.  The  pig  iron,  from  the  purer  varieties,  ob- 
tained by  smelting  with  charcoal,  is  of  superior  quality.  That  yielded  by  bog  ore  is  what  is 
termed  cold  short,  owing  to  the  phosphorus  present,  and  cannot  therefore  be  employed  in  the  man- 
ufacture of  wire,  or  even  of  sheet  iron,  but  is  valuable  for  casting.  The  hard  and  compact 
nodular  varieties  are  employed  in  polishing  metallic  buttons,  etc. 

Named  Limonite  from  XsifjKo  meadoiv.  Ullmann's  name,  Siiljmosideriie,  from  (mXTn'Os,  shilling, 
lias  priority ;  but  the  ore  is  characteristically  not  a  shining,  ore,  although  sometimes  with  a  lus- 
trous, varnish-like  exterior.  The  name  limonite  was  first  appropriated  especially  to  the  hog  ores 
by  Hausmann  in  1813.  But  most  bog  ores  are  of  the  above  species,  and  Beudant,  recognizing 
this,  in  1882  used  limonite  for  the  hog  as  well  as  other  limonite. 

Alt. — By  deoxydation  through  organic  matter,  if  carbonic  acid  is  present,  may  form  siderite 
(Fe  C).  By  losing  water  becomes  hematite  (Fc).  Hematite  occurs  as  pseudomorphs  after 
limonite.    This  species  forms  numerous  pseudomorphs  of  other  species. 
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207.  XANTHOSIDERITE.  Gelbeisenstein  (fr.  Goslar)  Hausm.,  Handb.,  279,  1813.  Xan- 
thosiderit  (fr.  Ilmenau)  E.  E.  ScJwiid,  Pogg.,  Ixxxlv.  495,  1851.  Yellow  Ochre  pt.  Bog 
Ore  pt.  ^ 

In  fine  needles  or  fibres,  stellate  and  concentric.    Also  as  an  ochre. 

H.=:2'5  when  in  needles.  Lustre  silky  or  greasy;  also  pitch-like  ;  also 
earthy.  Color  in  needles  golden-yellowish,  brown  to  brownish-red  ;  as  an 
ochre,  yellow^  of  difierent  shades,  more  or  less  brown,  sometimes  reddish. 
Streak  ochre-yellow. 

Comp.— 3Fe  II-=Sesquiox7d  of  iron  81-6,  water  ]8-4=:100.  Analyses:  1,  Hausmann  (Gilb. 
Anu.,  V.  21,  1811);  2,  3,  Scliinid  (1.  c);  4,  Murray  (Ramm.  Min.  Ck,  150);  5,  Haughton  (PhiL 
Maa-.,  lY.  xxxii.  220): 

Pe  Mn  H  Si 

1.  Goslar,  Harz  69-00    2  50       16-89       4*00,  Fe  S  8-05=99-84  Hausm. 

2.  Ilmeusxu,  yellow '74'96         1*82       1-82       15-67       2-51  =96-28  Schmid. 

3.  "       broiun  *  75-00         1-33       1*51       14-10       5-()2  =  9t;-96  Schmid. 

4:.  Ruttcnrode,  broion  81-41      17  96       0-17,  0  0-46  =  10  »  Murray. 

5.  Kilbride.  Ireland.  77-15    ir.         20-43       0-30,  P  1-60=99-48  Haughton. 

"  Loss  due  to  undetermined  lime,  magnesia,  alkalies,  antimony,  lead,  and  bismuth,  present  as  impurities. 

Haughton  found  no  organic  matter,  protoxyd  of  iron,  or  sulphur  in  his  analyses.  Half  the 
water  in  Hausmanu's  analysis  must  have  belonged  to  the  sulphate  of  iron,  or  else  the  mineral 
analyzed  by  him  could  not  have  corresponded  to  the  formula  given. 

Pyr.,  etc. — Like  those  of  limonite. 

Obs. — Associated  with  manganese  ores  at  Ilmenau,  in  silky  needles,  etc. ;  as  an  ochre  near 
Goslar,  Bruchberg,  Elbingerode  in  the  Harz;  as  a  pitchy  ore  at  Kilbride,  Wicklow  Co.,  Ireland, 
along  with  limonite  and  psilomelane. 

Several  analyses  of  bog  ore  apparently  accord  with  those  of  xanthosiderite.  But  the  amount 
of  water  given  actually  includes  whatever  was  driven  off  on  ignition,  and  no  examination  was 
made  for  organic  acids.    See_  under  Limoxite. 

Artif.— The  hydrate,  IP,  is  formed  when  oxyd  of  iron  is  precipitated  from  hot  solutions  of 
its  salts;  and,  according  to  Gmehn,  also  from  cold  solutions. 

208.  BEAUXITE.  Alumine  hydratee  de  Beaux  Berthier,  Ann.  d.  M.,  vi.  531,  1821.  Beauxito 
Dufr.,  Min.  (ii.  347),  iii.  799,  1847.  Bauxite  Beville,  Ann.  Ch.  Phys.,  III.  Lsi.  309,  1861.  "Wochei- 
nite  A.  Flechner,  ZS.  G.,  xviii.  181,  1866,  Jahrb.  G.  Reichs.,  1866. 

In  round  concretionary  disseminated  grains.  Also  massive  oolitic  ;  and 
earthy,  clay-like. 

G.=r2-551,  fr.  Wochein,  v.  Lill.  Color  whitish,  grayish,  to  ochre-yellow, 
brown,  and  red. 

Var. — 1.  In  concretionary  grains,  or  oolitic;  heauxiie.  2.  Clay-like,  vjocheinite ;  the  purer  kind 
grayish,  clay-like,  containing  very  little  oxyd  of  iron ;  also  red  from  the  oxyd  of  iron  present. 

Comp. — (Al,  ^e)  H^;  with  Al :  J?e=3  :  l,=Alumina  50-4,  sesquioxyd  of  iron  26-1,  water  28-5 
=  100;  without  Pe,=Al  74-1,  water  25-9  =  100.  Berthier  considered  the  iron  an  impuritv. 
Analyses:  1,  Berthier  (1.  c);  2,  Deville  (Ann.  Ch.  Phys.,  III.  Ixi.  309);  3,  Berthier  (1.  c,  v.  133, 
1820);  4,  V.  LiU  (Jahrb.  G.  Reichs  ,  Verh.  1866,  11): 

Si      ^1      J^e       H       Ca  Mg 

1.  Beaux    52-0    27-6    20-4     =100  Berthier. 

2.  "    55-4        44-6     =100  Deville. 

3.  Senegal        2-0     40-0    33-60  24-7     ,  €r  <r.  =  liMV3  Berthier. 

4.  Wochein       6-29    64-24  2-40    25-74    0-85     0-38,  S  0-20,  P  0*46,  K,  Na,  Li  ^r.  =  100-o6  Lil). 

In  the  last,  which  has  been  called  wocheinite  (although  at  first  referred  to  beauxite),  if  the  6-29 
Si  are  present  in  the  condition  of  kaolinite,  and  this  and  the  other  ingredients  are  rejected  as 
impurities,  the  remainder  corresponds  approximately  to  Xl  H^  But  if  the  Si  is  in  the  condition 
of  allophane,  it  will  require  13  p.  c.  of  the  water,  and  the  wocheinite  remaining  would  be  essen- 
tially identical  with  diaspore.    A  red  variety  from  Wochein  contained  8*8  Fe  and  58-02  AL 
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The  following  are  analyses  bv  Deville  (1.  c.)  of  what  he  regards  as  impure  varieties  of  beauxite 
all  but  one  of  which  contain  only  water  enough  for  a  species  of  the  cliaspore  group : 


Si 

a^l 

Fe 

H 

Ti 

Ca  C 

1. 

Beaux,  vjJiite 
Eevest,  bnh.-red 

21-7 

58-1 

30 

[14-0] 

B'2 

//•.  =  100 

9. 

2-8 

5T-6 

25-3 

10-8 

3-1 

0-4=100 

3. 

AUauch,  oolitic 

4-8 

55-4 

24-8 

11 -rt 

3-2 

0-2  =  100 

4. 

Beaux 

BO -3 

34  9 

22  "l 

12-7  =  100 

5. 

Calabria 

2-0 

33-2 

[48-8] 

8-6 

1-6 

 ,  corundum  5* 

Obs. — From  Beaux  (sometimes  spelt  Baux),  near  Aries,  France,  disseminated  in  grains  in 
compact  hmestone,  and  also  oolitic ;  also  at  Revest,  near  Toulon,  brown  to  dark-red,  and  massive, 
regarded  as  an  iron  ore ;  at  Allauch,  Dept.  of  Yar.  France,  massive,  oolitic,  with  a  base  of  like 
nature,  cemented  by  some  carbonate  of  hme,  the  most  common  variety ;  at  HiigeL  in  the  Commune 
of  Beaux,  a  hard  and  firm  variety ;  at  Calabre.  massive.  The  v;ocheiniie  occurs  in  Styria,  between 
Feistritz  and  Lake  AVocheiu,  in  a  deposit  12  feet  thick,  the  junction  of  the  Trias  and  Jurassic 
formations,  part  of  it  red  from  the  presence  of  oxyd  of  iron.  The  purest  beauxite  is  used  for  the 
manufacture  of  aluminum,  and  is  called  alumiiium  ore. 

209.  ELIASITE.    Uranisches  Pittin-Erz.  Pittinus  inferior,  Breiih.,  Handb.,  901.  184  7.  Eliasit 
Haid..  Jahrb.  G-.  Reichs.,  ill  Xo.  4,  124,  1852.    Pittinit  Benn.,  J.  pr,  Ch.,  Ixxvi.  322,  1S59. 

In  amorphous  masses,  more  or  less  resin-like  in  aspect,  or  like  gum. 

H.  =  3'5— 4:'5.  G.i=4'0  — 5'0.  Lustre  greasy  or  resinous.  Color  dull; 
reddisli-brown,  with  thin  edges  hracinth-red ;  also  black.  Streak  wax- 
yellow  to  orange ;  of  the  black  var.,  olive-green.  Subtranslucent  to 
opaque.    Fracture  somewhat  uneven,  slightly  conclioidal. 

Var. — 1.  EUasite.  Somewhat  resin-like  in  aspect ;  G.  =  4-0S7 — 4-237,  v.  Zepharovich.  Color 
dull  reddish-brown. 

2.  PdUnite.  Color  black  :  streak  olive-green;  lustre  greasy  submetallic ;  G.=4-S — 5'0,  Breith. ; 
516,  Herm.  _ 

Comp.— R  H^,  -with  opal  silica  and  other  impurities.  0  ratio  for  R,  Jf,  Si,  H,  as  deduced  by 
Hermann,  in  eliasite.  2  :  24  :  5  :  18  ;  in  piitinite,  2  :  24  :  5  :  16.  These  numbers  correspond  very 
nearly  to  the  above  formula,  and  make  the  species  analogous  to  xanthosiderite. 

Analyses:  1,  F.  Ragsky  (Pogg..  IV.  Ergicnz.,  34S,  1853);  2,  Hermann  [J.  pr.  Ch.,  Ixxvi.  326): 

e       ¥e     Ca     Mg     Pb      Si       P  H 

1.  Eliasite     61'33    6-63    3-09    2-20    4-62    5-13    0  84    10-68,  ^1  1-17,  Fe  1-09,  C  2-52.  As 

=  99-30  Ragskv. 

2.  Pittinite     68-45    4-54    2*26    0-55    2-51    5-00     tr.      10-06,  Bi  2-67,  insol.  3-20  =  99-24  H. " 

The  carbonic  acid  in  anal  1  may  be  combined  with  lime  and  part  of  the  magnesia,  making  5-7 
p.  c.  of  imparity. 

Pyr.,  eto. — X^^arly  as  fd!"  gum-mite.    Eliasite  is  soluble  in  muriatic  acid. 

Obs. — Eliasite  is  from  the  Elias  mine,  Joachimsthal,  where  it  occurs  with  fluor.  dolomite,  pitch- 
blende, etc  ;  and  pittinite,  from  Joachimsthal    This  species  may  not  be  distinct  from  guramite. 


210.  BRUCITE.  Xative  Magnesia  (fr.  N.  Jersey)  A.  Bruce,  Bruce's  Min.  J.,  i.  26,  1814  (with 
anal.).  Hydrate  of  Magnesia  A.  Aikin,  Min.,  236,  1815,  Cleaveland,  Min.,  429,  18-22,  F.  Hall, 
Cat.  Min.,  28,  1824,  aS.  L'obinson,  Cat.  Amer.  Min.,  166,  1825.  Brucite,  ou  Hydrate  de  maguesie, 
Beud.,  Tr.,  838  (Index),  1824.  Talk-Hydrat,  Magnesia-Hydrat,  Germ.  Monoklinoedrischos 
Magnesiahydrat  oder  Texalith  (fr.  Texas,  Pa.)  Henn.,  J.  pr.  Ch..  Ixxxii.  368,  1861,  Amianthus 
(fr.  Hoboken)  J.  Pierce,  Am.  J.  Sci.,  i.  54,  1818=Amianthoid  Magnesite,  Xemalite,  T.  Xutiall, 
ib.,  iv.  18,  1821=Brucite(Talk-hydrat,  "hierher  zu  gehoren  scheint ''),  Leonh.,  Handb.,  245,  1826; 
J.  D.  Whitney,  J.  Soc.  2s:.  H.,  Boston,  36,  1849  (with  anal). 

EhombohedraL  ^Ai?=S2^  22^',  6>  A  ^=119°  39^' ;  «==1-5207S,  Hes- 
senberg.    Observed  planes:    0;  7?,  27?,  -iJ^,  -^B. 
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^  A  2  ^=105°  53j;  OAi  B=Ud°  39i\  OA  4.  ^=98°  6^  6>  A  J  7?=112°  8'. 
Ilessenberg.  Crystals  often  broad  tabular.  Cleavage  :  basal,  eminent,  folia 
easily  separable,  nearly  as  in  gypsum.  Usually  foliated  massive.  Also 
fibrous,  fibres  separable  and  elastic. 
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Low's  mine,  Texas. 


Wood's  mine,  Texas. 


H.  =  2-5.  G.  =  2-35,  Haidinger;  240-246  fr.  Wermland,  Tgelstrom  ; 
2-370,  fr.  Orenburg,  Beck  ;  24:1:,  nemalite,  Xuttall.  Lustre  pearly  on  a 
cleavage-face,  elsewhere  between  waxy  and  vitreous  ;  the  fibrous  silky.  Color 
white,  inclining  to  gray,  blue,  or  green.  Streak  white.  Translucent 
— subtranslucent.    Sectile.    Thin  laminae  flexible. 


Var. — 1.  Foliated.    2.  .Fibrous  ;  called  nemalite. 

Comp.— :N[o:  H=Magnesia  68-97,  water  31-03  =  100.  Analyses  :  1,  Bruce  (Bruce's  J.,  i.  26) : 
2,  Fvfe;  3,  Stroraeyer  (Unters.,  4h7);  4,  Wurtz  (This  Min.,  682,  1850):  5,  Fyfe  (Ed.  X.  Phil. 
J.,  viii.  352);  6,  Thomson  (Min.,  i.  157);  7,  Stroraeyer  (1.  c.) ;  8,  Hermann  (J.  pr.  Ch.,  Ixxxii.  368); 
9.  Smith  &  Brush  (A.m.  J.  Sci.,  ii.  xv.  214);  10,  Beck  (Yerh.  Min.  St  Pet.,  1862,  87);  11,  Igel- 
strom  (Ak.  H.  Stockh.,  1858,  187) ;  12,  J.  D.  Whitney  (J.  Soc.  N.  H.,  Bost.,  vi.  36,  1549) ;  1:3,  Wurtz 
(L  c);  14,  Eammelsberg  (Pogg.,  Ixxx.  284) : 


Sig 

1. 

Hoboken 

70 

2. 

68-57 

3. 

11 

r.8-35 

4. 

69-1  1 

5. 

Swinaness 

69-75 

6. 

67-98 

7. 

u 

66-67 

8. 

Wood's  mine,  Texas, 

68-87 

9. 

Low's  mine  " 

66-80 

Fe      Mu  Ca 


0-12 
0-47 


0-64 


i-s-i 


10.  Orenburg  (|)  67-24 

11.  Wermland  (|)  68  04 

12.  Hoboken,  Nemalite  62-89 

13.  "  66-05 

14.  "  "  64-86 


1-  18 

0-50 

2-  03 

3-  59 

4-  65 

5-  63 
4-05 


1-57 
0-80 

ir. 


0-19 


II  C 

30   =100  Bruce. 

31-43   =  100  Fyfe. 

30-90   =100  Stroraeyer. 

30-42   =100  Wurtz. 

30-25   =100  Fyfe. 

30-96   =100-51  Tliomsou. 

30-39   =  100  Stromeyer. 

30-;^3   =]  00  Hermann. 

[31-93]  1-27  =  100  S  &  B. 

80-29  0-62  =  99-98  Beck. 

2,s-r-,6   =  190-29  Igelstrom. 

28-  36  4-10=100  Whitney. 
30-13   =  1  0 1 -8 1  Wurtz. 

29-  48,  Si  0-27  =  98-65  Ramm. 


Pyr.,  etc. — In  the  closed  tube  gives  off  water,  becoming  opaque  and  friable,  sometimes  turning 
gray  to  brown.  B.B.  infusible,  glows  with  a  bright  light,  and  the  ignited  mineral  reacts  alkaline 
to  test  paper.  With  cobalt  solution  gives  the  violet-red  color  of  magnesia.  The  pure  mineral  is 
soluble  in  acids  without  effervescence. 

Obs. — Brucite  accomnanies  other  magnesiun  minerals  in  serpentine,  and  has  also  been  found  in 
limestone.  Occurs  in  considerable  veins  traversing  serpentine,  at  Swinaness  in  Unst,  one  of  tlie 
Shetland  Isles,  where  it  is  sometimes  found  in  regular  crystals ;  at  Pyschmiusk  in  the  Urals ;  at 
Goujot  in  France  ;  near  Filipstadt  in  Wermland,  in  Sweden,  in  roundish  masses  in  limestone.  It 
occurs  at  Hoboken,  N.  J.,  opposite  the  city  of  Xew  York,  in  seams  in  serpenline ;  in  Richmond 
Co.,  N.  Y. ;  on  the  peninsula  east  of  New  Rochelle,  W'estchester  Co.,  N.  Y. ;  at  Wood's  mine, 
Texas,  Pa.,  in  large  plates  or  masses,  and  often  crystallizations  several  inches  across ;  at  Low's 
mine,  with  hydromagnesite. 

The  angles  and  f.  177  given  above  are  from  Texas  crystals,  as  measured  by  Hessenberg  (Min, 
Not.,  iv.  42).  G.  Rose  obtained  from  the  same,  0 /\  B=l->0%  0\iB=\49^  40— 15o'  51', 
R  \—^R=90°.    The  author  gave  the  following  measurements  of  a  minute  crystal  from  I  ow's 

"    '    2^=105'  30  ,  i?A7?  (by  ca!c.)=82°  15'. 
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The  fibrous  variety  /"nemalite)  occurs  at  Ilohoken,  and  Xettes  in  the  Vosges, 
Named  after  A.  Bruce,  an  early  American  mineralou-'st,  who  lirst  described  the  species. 
Alt. — Becomes  white,  pulverulent,  and  carbonated  on  exposure,  and  also  crystallized,  constitut- 
ing then  the  mineral  hydromaguesite  ;  the  latter  is  sometimes  in  pscudomorphous  crystals  after 
brucite. 

211.  PYROOHROITE.    Pyrochroit  L.  J.  Igdstrom,  Pogg.,  cxxii.  181,  1864,  (Efv.  Ak.  Stockh., 

1864,  205.  1865. 

Foliated,  like  brucite. 

H.=2*5.  Lustre  pearly.  Color  white  ;  but  changing  on  exposure  to  bronze, 
and  then  to  black.  In  thin  pieces  transparent,  and  having  a  fl.esh-red 
color  by  transmitted  candle-light. 

Comp.— MnH,  or(Mn,  Mg)H.  Mn  H=Protoxyd  of  manganese  79-8,  water  20-2  =  100.  Analy- 
sis :  Igelstrom  (1.  c.) : 

Mn  TG-40  Mg  3-14  Ca  1-27  Fe  O'Ol  H  15-35  C  [3-834] 

Pyr.,  etc. — In  a  matrass  a  small  piece  becomes  at  surface  verdigris-green,  then  dirty  green, 
and  finally  brownish-black.  Yields  water.  B.B.  reactions  of  manganese.  In  muriatic  acid  forms 
easily  a  clear  colorless  solution. 

Obs, — Occurs  in  veins  i  to  2  fines  broad  in  magnetite  at  Paisberg  in  Filipstadt,  Sweden. 

Kenngott  refers  here  (Jahrb.  Min.,  18(36,  440)  a  mineral  which  Wiser  had  announced  as  a  hy-^ 
drous  carbonate  of  manganese  ( Wasserhaltiges  Kohlensaures  Mangan),  and  which  Haidinger 
(Handb.,  493.  1845  i  named  Wistrite.  It  is  described  as  yellowish-white  to  gray  in  color,  pearly 
to  silky  in  lustre,  fibrous  in  structure,  and  as  coming  from  Gonzen  near  Sarg;mz.  the  Canton  of  St. 
G-all,  in  Switzerland,  where  it  is  found  in  seams  in  a  granulitic  hausraannite,  -with  rhodoclirosite. 
Even  if  identical  with  pyrochroite  in  composition,  it  was  so  imperfectly  and  incorrectly  described 
that  Igelstrom's  name  should  stand  for  the  species. 

212.  GIBBSITE.  Wavellite  (fr.  Richmond)  C.  Dewey,  Am.  J.  Sci.,  ii.  249,  1820;=Water  and 
Alumina,  id.,  ib ,  iii.  239,  1821.  G-ibbsite  J.  Torrey.,  K  T.  Med.  Phys.  J.,  i.  Na  1,  68,  April. 
1822.  Hydrargillite,  Gibbsite  of  Torrey,  Cleavel,  224,  782,  1822.  Hydrargillite  (fr.  Ural) 
G.  Base,  Pogg.,  xlviii.  564,  1839. 

Hexagonal,  Kokseh.  ;  nionoclinic,  Descl.  In  small  hexagonal  crystals 
with  replaced  lateral  edges.  0  A  7?=92°  28^  Oa^J^=97°  22',  0  A 
94°  55',  Koksch.  Planes  vertically  striate.  Cleavage:  basal  or  0  emi- 
nent. Occasionally  in  lamello-radiate  spheroidal  concretions.  Usually 
stalactitic,  or  small  mammillary  and  incrusting,  with  smooth  surface,  and 
often  a  faint  fibrous  structure  within. 

II.  =  2-5-3-5.  G.  =  2-3-2-4:;  2-3S5,  fr.  Eichmond,  B.  Silliman,  Jr.  ; 
2*287,  Ural,  Hermann.  Color  wdiite,  grayish,  greenish,  or  reddish- white ; 
also  reddish-yellow  when  impure.  Lustre  of  0  pearly ;  of  other  faces 
vitreous  ;  of  surface  of  stalactites  faint.  Translucent ;  sometimes  transpa- 
rent in  crystals.    A  strono;  arcrillaceous  odor  when  breathed  on.  Tous^h. 

Var. — 1.  In  crystals  :  the  original  7? ?/'imr(72'/Z2;;f.    2.  Stalactitic;  gibbsite. 

Comp.—A:lH^= Alumina  rt5-6,  water  34-4=100.  Analyses:  1,  Torrey  (1.  c);  2,  B.  SiUiman, 
Jr.  (Am.  J.  Sci.,  II.  vii.  411);  3.  4,  Smith  &  Brush  (Am.  J.  Sci.,  II.  xvi.  51,  1853);  5,  Hermann 
(J.  pr.  Ch.,  xl.  11) ;  6,  v  KobeU  (J.  pr.  Ch.,  xfi.,  and  1.  491) ;  7,  v.  Hauer  (Jahrb.  G.  Reichs.,  iv.  397) ; 


^1 

Mg 

fi 

Si 

1? 

1.  Richmond,  Gibbs. 

64-8 

34-7 

 =99-5  Torrey. 

•2.         "  " 

(§)64-i9 

0-30 

34-23 

0-59, 

insol.  1-16=100-27  SiUiman 

3.         "  " 

64-24 

tr. 

0-10 

33-76 

1-33 

0-57  =  101)  S.  &  B. 

4. 

63-48 

ir. 

005 

34-68 

109 

tr.  =99-30  S.  &  B. 

5.  Ural,  Hydrarg. 

64-03 

34-54 

1-43  =  100  Hermann. 

6.  Vnia  Rica,  " 

65-6 

34-4 

 =  100  Kobell. 

7         ((  u 

64-35 

3565 

tr.  =100  Ilauer. 
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DeT\'e7  found  (1.  c.)  33-36  p.  c.  of  water,  with  "  little  besides  alumine  left." 

Hermann  states  (J.  pr.  Ch ,  xl.  32,  xlii.  1)  that  a  "  gibbsite  "  from  Richmond,  Mass,  afforded 
him  P  :;7  62,  i^l  26-66,  H  35"T2=Ii,.0.  But  the  true  gibbsite  has  since  been  analyzed  anew  by 
SiUiman,  Jr.,  and  by  Smith  &  Brush,  without  finding  more  than  a  trace  of  phosphoric  acid,  sustain- 
ing the  original  analysis  of  Torrey.  This  at  least  is  certain,  that  gibbsite  is  a  hydrate,  and  if  a 
phosphate  occurs  also  at  Richmond,  that  phosphate  is  not  gibbsite.  Rose's  hydrargilhte  (found 
crystallized  in  the  Urals)  is  identical  in  composition  with  gibbsite, 

Pyr.,  etc. — In  the  closed  tube  becomes  white  and  opaque,  and  yields  water.  B.B.  infusible, 
whitens,  and  does  not  impart  a  green  color  to  the  flame.  With  cobalt  solution  gives  a  deep-blue 
color.    Soluble  in  concentrated  sulphuric  acid. 

Obs. — The  crystallized  gibbsite  was  discovered  by  Lissenko  in  the  Schischimskian  mountains 
near  Slatoust  in  the  Ural ;  it  occurs,  according  to  Kokscharof,  in  cavities  in  a  talcose  schist  con- 
taining much  magnetite.  The  larger  crystals  were  1  to  2  in.  long.  With  corundum  at  Gumuch- 
dagh,  x\sia  Minor;  also  on  corundum  at  UnionviJle,  Pa.;  in  Brazil,  resembling  wavellite.  The 
etalactitic  occurs  at  Richmond.  Mass.,  in  a  bed  of  hmonite ;  also  at  Lenox,  Mass. ;  at  the  Clove 
mine,  Union  Yale,  Duchess  Co..  K.  Y.,  on  limonite ;  in  Orange  Co.,  N.  Y. 

Named  after  Col.  George  Gibbs,  the  original  owner  (after  extensive  foreign  travel)  of  the  large 
Gibbs'  cabinet  of  Yale  College.  Cleaveland  calls  the  Richmond  mineral  hydrargilliie  on  p.  224  of 
his  mineralogy,  but  on  p.  7:-! 2  adopts  Torrey's  name  g>hhsite. 

Kokscharof  states  that  the  Ural  crystals  are  optically  uniaxial,  and  hence  rhombohedral  (Bull 
A.C.  St.  Pet.,  V.  372);  Descloizeaux  that  they  are  optically  monoclinic  (C.  R.,  Ixii.  987). 

213.  LIMNITE.    Limonite  pt.    Yellow  Ochre  pt.   Bog  Ore  pt.  Brown  Iron  Ore  (Brauneisen- 
stein)  pt.    Quellerz  Eerm.,  J.  pr.  Ch.,  xxvii.  53. 

Massive.  In  stalactites  or  tuberose,  resembling  limonite.  Also  as  an 
earthy  yellow  ochre. 

H.,  Gr.,  and  other  physical  characters  same  nearly  as  for  limonite.  The 
darker  colcu'ed  kinds  usually  more  yellowish-brown,  the  lighter  rust-yellow. 

Var. — 1.  Submetallic  or  pitch-like  in  lustre,  brownish-black  in  color.    2.  Ochreous,  yellow. 
Comp.— 3Fe  iP=Oxyd  of  iron  74'8,  water  25'2  =  100.    Analyses:  1,  A.  H.  Church  (J.  Ch 
Soe.,  II.  iii.  214);  2,  3,  Hermann  (1.  c.) ;  4,  Karsten  (Karst.  Arch.,  xv.  1): 

Pe         3tfn         H  ^    Humic  acid 


1.  Cornwall,  stalact  73-73 

2.  Novgorod,  bog  ore  "  62  08 

3.  "  "     ^  61  14 

4.  New  York     "  66-33 

*  After  excl.  47-50  sand. 


  24-40   

1-90  24-64  6-64 

3-10  27-74  5-86 

0-75  26-4i»'=  0-12 

^  After  excl.  50  28  sand. 


 ,  loss,  etc.,  1-87  =  100  Church. 

4-74=100  Herm. 
2-16  =  100  Herm. 
 ,  Fe  3-6,  Si  2-80  =  100  Karst. 

Including  humic  acid. 


As  the  amount  of  organic  acids  in  Karsten's  analysis  was  not  determined,  its  right  to  be 
included  here  is  not  certain. 

Obs. — The  Cornwall  mineral  is  from  the  Botallack  mine,  and  was  stalactitic  and  of  a  rust-yellow 
color;  G.  =  2-69.    That  of  Novgorod,  Russia,  was  a  bog  ore. 

Named  Urnnite  from  Xi/n^ri,  marsh.  Glocker  proposed  this  name  as  a  substitute  for  limonite,  on 
the  alleged  ground  that  the  word  limonite  was  of  French  extraction.  As  his  limonite,  or  limnite, 
was  bog  ore  exclusively,  the  name  is  appropriately  used  here.  Hermann's  name  QueUerz  alludes 
to  its  water  or  marsh  origin. 

214.  HYDROTALCITE.    Hydrotalkit  ffochstetter.,  J.  pr.  Ch.,  xxvii.  376,  1842.  Yolknerite 
fferm.,  J.  pr.  Ch.,  xl.  11,  1847,  xlvi.  257,  1849. 

Hexagonal.  Cleayage:  basal,  eminent ;  lateral,  distinct.  Also  lamellar 
massive,  or  foliated,  and  somewhat  fibrous. 

ll.=2.  G.  =  2'04:.  Color  white.  Lustre  pearly,  and  feel  greasy. 
Translucent,  or  in  thin  folia  transparent. 

Comp.— ^IH^-f  6  Mgfi+6  H=(^Xl-|-|  Mg^  ^^4-2  11= Alumina  16'8,  magnesia  39-2,  water 
44-0  =  100.    Corresponds  to  1  of  gihhsiie+fi  of  brucite,  with  6  H  in  addition. 


HTDKOUS  OXTDS. 


179 


I    Analyses:  1,  Hermaun  (1.  c);  2,  Hochstetter  (1.  c);  3-6,  Rammelsberg  (Pogg.,  xcvil  29G): 


Fe  Mg  H  C 

1.  Scliischimsk  16-95    37-07  4G'87   =100  Hermann. 

I      2.  Snamm  12'00  6-90  36-30  32-06  10-54,  insoL  1-20  =  99-60  Hochst 

3.  "  19-25    37-27  41-59  2  61  =  100-72  Ramra. 

4.  "  17-78    38-18  [37-99]  6-05  =  l<i0  Ramin. 

5.  "  18-00    37-30  [37-38]  7-32  =  100  Ramm. 

I      G.      "  18-87    37-04  37*38  7-30=  100-59  Ramm. 


Pyr.,  etc. — In  the  closed  tube  yields  much  water.    B.B.  infusible,  but  exfoliates  somewhat, 
'md  gives  out  light.    A  weak  rose-red  with  cobalt  solution.    With  the  fluxes  intumesces  and 
■iffords  a  clear  colorless  glass.    The  Snarura  mineral  reacts  for  iron. 
I  Obs.— Occurs  at  the  mines  of  Scliischimsk,  district  of  Slatoust,  188 
jtmplanted  on  talc  schist ;  at  Snarum,  Xorway.  in  serpentine. 

Lifamed  hydrotalciie  in  allusion  to  its  resembling  talc,  but  containing 
uch  more  water,  and  volknerUe.  after  Captain  Toikner. 
Houghite  of  Shepard  (Am.  J.  Sci..  IT.  xii.  210).  from  near  Oxbow, 
and  near  Somerville  in  Rossie,  St.  Lawrence  Co..  N"ew  York,  is  hydro- 
talcite,  derived  from  the  alteration  of  spinel.  The  color  is  white ; 
lustre  faint,  pearl}'.  H.  =  2-5.  G.  =  2-() — 2-1.  The  crystals  are  in 
all  conditions,  from  the  pure  spinel  to  octahedrons  witli  rounded 
ledges  and  pitted  or  irregular  surfaces,  and  it  also  occurs  in  flattened 
jnodules.  The  surfaces  are  sometimes  soft  and  altered,  when  the 
:edges  or  angles  have  the  hardness  of  spinel.  S.  W.  Johnson,  who 
has  redescribed  tlie  mineral,  obtained  in  one  analvsis  {Am.  J.  Sci., 
,11.  xii.  :-:61),  Al  19-743,  Mg  36-29J,  C  8-458,  insoluble  spinel,  etc., 
8-264,  silica  3-020,  water  (by  diff.)  24-223.  The  whole  loss  by  igni- 
tion in  one  trial  was  40-8ri  p.  c. ;  which  would  give  33  to  34  p.  c.  of  water.  It  is  associated  -uith 
dolomite,  spinel,  phlogopite.  graphite,  and  serpentine. 

I  I  215.  PYROAURITE.    Pyroaurit  Igelsh-dm,  (Efv.  Ak.  Stockh.,  xxii.  608,  1865. 

Hexagonal.    In  six-sided  tables. 

Color  siibinetallic,  gold-like.  Subtranshicent. 

Comp.— 3FeH3+6Mglt4-6H=(^Fe  +  |%')TP  +  2H=Sesquioxyd  of  iron  23-9,  magnesia 
35*8,  water  40-3  =  100.  Corresponds  to  1  onimniie  +  6  of  brucite,  with  6  H  in  addition,  differing 
from  hydrotalcite  in  the  presence  of  iron  in  place  of  alumumm.    Analysis  :  Igelstrom  (L  c.) : 

IPe  23-92       Mg  34-04       H  34-56       C  7-24. 

Pyr.,  etc. — ^Yields  water.    B.B.  infusible.    Perfectly  soluble  in  muriatic  acid. 
Obs. — From  the  Longban  iron-mine  in  AYermland. 

216,  GUMMITE.  Feste  Uranokker  pt.  Wern.,  Min.  Syst..  26,  1817,  Hoff"m.  Min.,  iv.  a,  279. 
lichtes  Uranpecherz  Freiesleben.  Uranisches  Gummi-Erz  Breith.,  Uib.,  60,  1830,  Char.,  218, 
1832.  Urangummi  Breiih.,  Handb.,  903,  1847.  Phosphor-Gummit  JETenn.,  J.  pr.  Ch.,  Ixxvi.  327, 
1859. 

Amoi'plions.    In  ronnded  or  flattened  pieces,  looking  inncli  like  2:11111. 

TI.=:2'5-3.  G.  =  3'9— 1-20,  Breitli.  Lustre  greasy.  Color  reddish- 
t  yellow  to  liyacintb-red,  reddish-brown.  Streak  yellow.  Feebly  trans- 
'  lucent. 

Comp. — (U,  Fe)  H^,  \yith  sqpae  ppal  sihca,  phosphate  of  lime,  and  other  impurities.  Hermann 
deduced  the  0  ratio  for  R^,  ^,  Si,  H,  2  :  24 :  5  :  26,  or  1  : 1  for  oxyds  and  water.  Hence  analogous 
to  limnite,  and  sustaining  the  supposed  close  relation  of  uranium  and  iron.  Analj'sis:  Kersten 
(Schw.  J.,  Ixvl  18)  : 


^  5fn  Ca  Si  ^  H  F,  As 

12-00  0-05  6-00  4-26  2-30  14-75  ^r.-99-36. 


ISO 
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Some  specimens  contain  traces  of  vanadic  acid. 

Pyr.,  etc. — Yields  much  water  and  a  bituminous  odor.  With  salt  of  phosphorus  in  O.F.  givea 
a  yellow  bead,  becoming  green  in  R.F.  (due  to  uranium),  leaving  an  undissolved  skeleton  of 
silica. 

Obs. — From  Johanngeorgenstadt,  with  uraninite. 


217.  PSILOMELANE.    Derb  Bruusten  pt.  Wall,  Min.,  268,  Magnesia  indurata  p 

Cromt,  Min.,  106,  1758.    Schwarz  Braunsteinerz  pt.  Wern.,Bergm.  J.,  1789,386.  Verhartet 
Schwarz-Braunsteinerz  pt.  Emmerling,  Min,,  iv.  532,  Karsten^  Tab.,  54,  1800.    Verh.  Schwa; 
Manganerz  pt.  Karst,  Tab.,  72,  1808.     Schwarz-Eisenstein  pt.  Wern.,  v.  Leanh.,  etc.  Bla^ 
Hematite,  Black  Iron  Ore,  Compact  Black  Manganese  Ore.   Hartmauganerz.  Psilomelane  iZt//'/., 
Trans.  R.  Soc.  Edinb.,  1827. 

Massive  and  botrjoidal.    Eeniform.  Stalactitic. 

H.=:5— 6.  G.=3'T— 4*7.  Lustre  siibmetallic.  Streak  brownisli-black, 
sliiiiing.    Color  iron-blaek,  passing  into  dark  steel-gray.  Opaque. 

Comp  — (:6a,  Mn)  Mn+Mn  +  nHlN'ln  [  +  aq]  ;  or,  for  the  anhydrous  kinds,  (5a.  Mn)  Mn  +  ?!^u, 
Each  of  these  formulas  is  equivalent  to  simply  E,^  0'\  Rammelsberg  writes  for  the  mineral  {~B  j. 
Mn)  Mn^  4- H,  with  some  Mn  as  mixture.  For  the  Elgersburg  ore  (anal.  7j  Schmid  deduces  the 
formula  (Sa  Mn)  Mn^+6  H,  which  may  be  writteTi  (^a,  Mn)  Mn  + 8  H  Mn  +  311,  equivalent  tc 
R-  0^3  R-  0^+3H=R"  0^  +  f  H  As  the  mineral  occurs  only  massive,  the  true  nature  of  the 
species  is  doubtfuL 

Anah  ses :  1,  2,  Turner  (Edinb.  Trans.,  xi.) ;  8,  Fuchs  (Schw.  J ,  Ixii.  255) ;  4,  Rammelsberq 
(Handw.,  ii.  73);  5,  K.  List  (J.  pr.  Ch. 
Schmid  (Fogg.,  cxxvi.  151)  : 

Sin  Mn 


Ixxxiv.  60) ;  6,  Scheffler  (Arch.  d.  Pharm.,  xxxv.  260) ; 


1.  Schneeberg 

2.  Romaneche 

3.  Baireuth 

4.  Horhausen 

5.  Olpe 

6.  Ilmenaii 

7.  Elgersburg 

8.  Oehrenstock 

9.  Xadabula 


69-  80 

70-  97 
81-8 
81-36 


0 
7-36 
7-26 
9-5 
9-18 


K 


16-36 
16-69 


6-22. 
4-13, 


^5-17  4-49 


83-3 


4-5 

3-04 


1-36 


4-2=1 
3-39, 


5-8  


(G.=4-307)  68-27  8-15  17-27 
(G.=4134)  70-54  10-09  10-92 
(G.=4-332)  82-46    9*87  O'Ol 


Si  0-26  =  100  Turner. 
Si  0-95  =  100  Turner. 
1 00  Fuchs. 

Si  0-53,  Cu  0-96,  3Pe  1-43,  CaO-.  - 
IS'a,  Mg  0-32  =  100-61  Ramin, 
4-02,  Cu  1-28,  Co  0-31,  Ca  0-37,  insol 
2-51  List, 

4-3,  Ca  1-8,  ^1  2-1,  3Pe  0-3,  Si  1-17  = 
99-1  Scheffler. 

  4-84,  Si  0-51,  3Pe  0-10,  ^1  u-31.  tbO-ll, 

Mg  0-02,  Ca  0-16,  Na  0-08  =  99-82  Schmid. 

0-21  5-86,  Si  0-32,  3Pe  0-17,  Al  0-21,  Cu  0-2."). 
Mg  0-13,  Ca  1-26,  Xa  0-25=  100-21  Schmid. 

3-05  3-21, 3Pe  0-30,  Al  0-08,  €o  0-29,  CuO-02, 
Mg  0-03,  Ca  0-20,  Na  0-22  =  99-74  Schmid, 


Other  varieties  of  the  so-called  psilomelane  contain  little  or  no  water.  Analyses:  10,  Glaus- 
bruch  (Ramm.  1st  Suppl.,  121);  11,  Ebelmen  (Ann.  d.  M.,  IIL  xix.  155);  12,  Rammelsberg  (Fogg. 
Ixviii.  72);  13,  Schultz  (Ramm.  Min.  Ch. 


Mu        0  :6a 

10.  Ilmenau  77-23  15-82  0-12 

11.  Oy.  Haute  Saone  70-60  14-18  6-55 
n.  Heidelberg         70-17  15-16  8-08 

13.  Schneeberg        80-27  14-10   


1006) 
K 

5-29 
4-05 
2-62 

4-35 


Mg 

 ,  Ca  0-91,  Cu  0-40.  Si  0-52  =  100-29  C 

1-05    1-67,  Pe  0-77,  Si  0-60=99-47  Ebelmen. 
0-21  [1-43],  Ca  0-60,  Cu  0-30,  Co  0-54,  Si  ()-90  = 

100  Ram  ill. 

  [0-23],  Ca  1-05  =  100  Schultz. 


Pyr.,  etc. — In  the  closed  tube  most  varieties  yield  water,  and  all  lose  oxygen  on  ignition ;  with 
the  fluxes  reacts  for  manganese.    Soluble  in  muriatic  acid^  with  evolution  of  chlorine. 

Obs.— This  is  a  common  ore  of  manganese.  It  is  frequently  in  alternating  layers  with  pyrolu- 
site.  It  occurs  in  botryoidal  and  stalactitic  shapes,  in  Devonshire  and  Cornwall;  atllefeld  in  the 
Harz;  also  at  Johanngeorgenstadt.  Schneeberg,  Ilmenau,  Siegen,  etc.;  at  Elgersburg  and  Oehreu* 
stock,  Thurmgia,  and  Nadabula,  Hungary. 

It  forms  mammiUary  masses  at  Chittenden,  Irasburg.  and  Brandon,  Yt. 

Named  from  <//(Ao%-,  smooth  or  naked,  and  n^Xas,  black. 
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1218.  WAD.  (A)  BOG-  MANGANESE.  Magnesia  friabilis  terriforrais  Cronst,  Miii.,  105,  lTo8 
Earthy  Ochre  of  Mang.,  Black  Wad  pt,  Kirwan^  Mm.,  1784,  179G.  Schwarz  Braunsteiuerz 
Manganschaum,  Karst,  Tab.,  1808.  Brauner  Eisenrahm  Wern.  Bog  Manganese.  Ouatite 
Huot,  Min.,  241,  1841.  Groroilite  Berth.,  Ann.  Ch.  Phys.,  li.  19,  1882,  Reissacherit  Haid. 
Jahrb.  G.  Reichs.,  vii.  609,  1856. 

(B)  ASBOLITE.  ?Cobaltum  nigrum  Agric,  Bcrmann.,  459,  1529.  Svart  Kobolt-Jord,  Min 
Cob.  terrea  fuliginea,  Wall.^  Min.,  235,  1747.  Kobalt-Mulm,  Ochra  Cob.  nigra,  Cronat.,  Min., 
211,1758.  Kobolt-Erde,  Schwarzer  Erdkobalt,  Russkobalt,  Kobaltmanganerz,  Germ.  Eartliy 
Cobalt,  Black  Cobalt  Ochre.  Cobalt  oxyde  noir  //.,  Tr.,  iv.  1801.  Kakochlor  (fr.  Lausitz) 
Breith.,  Char.,  240,  1832,  Haudb.,  896,  1847.  Asbolan  (fr.  Kamsdorf,  etc.)  Breith,  Handb., 
332,  1847. 

(C)  LAMPADITE.  Kupfermangan  Lampadius,  Neue  Erfahr.  im  Gebiete  der  Ch.,  etc.,  ii. 
70.  Kupfermanganerz  Breiih.,  in  HofFm.  Min.,  iv.  b,  201,  1818.  Cupreous  Manganese.  Pelo- 
konit  G.  F.  BicMer,  Fogg.,  xxi.  591,  1831.    Lampadite  Huoi.,  Min.,  238,  1841. 

The  manganese  ores  here  inchided  occur  in  amorphous  and  reniform 
masses,  either  earthy  or  compact,  and  sometimes  incrusting  or  as  stains. 
They  are  mixtures  of  different  oxyds,  and  cannot  be  considered  chemical 
compounds  or  distinct  mineral  species. 

II.=:0*5  — 6.  G.=:3— 4'26;  often  loosely  aggregated,  and  feeling  very 
light  to  the  hands.    Color  dull  black,  bluish  or  brownish-black. 

Comp.,  Var.--Rammelsberg  considers  them  related  essentially  to  psilomelane  under  the 
[formula  R  Ma+H  (or  2  H),  but  mixed  with  other  ingredients. 
Varieties:  (A)  Manganesian ;  (B)  Cobaltiferous ;  (C)  Cupriferous 

A  Bog  Manganese.  Consists  mainly  of  oxyd  of  manganese  and  water,  with  some  oxyd  of 
i  iron,  and  often  silica,  alumina,  baryta.  The  Derbyshire  wad  sometimes  gives  the  angle  of  barite, 
'  101"  42',  with  which  mineral  it  is  in  part  impregnated.  The  wad  of  Leadhills  is  pseudomorphous 
after  calcite.  Groroiliie  occurs  in  roundish  masses  of  a  brownish-black  color,  and  reddish-brown 
streak;  with.  H.  sometimes  6  — 6"5;  it  is  from  Groroi  in  Mayenne,  Vicdessos,  and  Cautern,  in 
Prance.  Beissacheriie  is  the  ore  analyzed  by  Hornig  (anal.  14),  which  is  reujarkable  for  the 
amount  of  water.  Pluot's  name  ouatite  is  from  the  French  spelling  of  wad.  Wad  is  of  English 
:  origin.  The  wad  of  the  Cumberland  miners  is  graphite,  a  wrong  use  of  the  word,  says  Mawe  in 
his  Mineralogy  of  Derbyshire. 

B,  AsBOLiTE,  or  Earthy  Cobalt,  is  wad  containing  oxyd  of  cobalt,  whioh  sometimes  amounts  to 
32  p.  c.   Named  from  a'7S'>\ti,  soot  (or  Ashoian  Jvora  da6 >\atvc,>,  to  soil  like  soot).    For  anal.  15-17, 

:  Rammelsberg  writes  the  formula  (Co,  Cu)  Mn^+4  H.  Breithaupt's  cacochlor  includes  the  ore 
from  Rengersdorf  in  Lausitz  (anal.  15),  having  H.  =  i  — 2*5,  G-.  =  3-15  — 3*29. 

C.  Lampadite,  or  Cupreous  Manganese.  A  wad  containing  4  to  1 8  p.  c.  of  oxyd  of  copper, 
i  and  often  oxyd  of  cobalt  also.  It  graduates  into  black  copper  (Melaconite  or  Kupferschwiirze). 
I  G.  =  3-l — 3"2.  Pelocoiiite  is  a  brownish-black  variety,  having  a  liver-brown  streak;  H  =.3  ;  G.= 
(  2-509-2-567  ;  from  Remolinos  in  Chih. 

i  Special  formulas  have  been  written  for  several  of  the  following  analyses ;  but  these  bog  miner- 
als are  not  simple  species. 

Analyses:  1,  Klaproth  (Beitr.,  iii.  311);  2,  3,  Turner  (Edinb.  J.  Sci.  N.  S.,  ii.  213);  4,  5,  Ber- 
thier  (Ann.  Ch.  Phys.,  li.  19);  6,  Wackenroder  (Kastn.  Archiv.,  xiii.  302,  xiv.  257);  7,  Scheflficr 
(Arch.  d.  Pharm.,  xxxv.  260):  ' 3,  Rammelsberg  (Pogg.,  Ixii.  157);  9,  Igelstrom  (Jaliresb..  xxv, 
■:i42);  10,  11,  Beck  (Rep.  Min.  N.  Y..  55);  12,  Berthier ;  13,  Bahr  (J.  pr.  Ch.,  liii.  308,  fr.  Oefv. 

:  Ak.  Stockh.,  240,  ls50) ;  14,  E.  Hornig  (Jahrb.  G.  Reichs.,  vii.  312) ;  15.  Klaproth  (Beitr..  ii.  ;s08  ! ; 
16,  Dobereiner  (Gilb.  Ann.,  Ixvii.  333 j;  17,  Rammelsberg  (Pogg.,  liv.  551);  18,  Kersten  (Schw. 
J.,  Ixvi.  1);  19,  Rammelsberg  (Pogg.,  liv.  545);  20,  Bottger  (ib.) : 

I.  Wad. 

Mn                 0  3Fe  ]5a  Cu 

1.  Clausthal                     68-    6-5  I'O   17-5,  Si  8-0,  C  10  Klaproth. 

2.  Devonshire                   79  12          8-82    1*4    10-66=  100  Turner. 

3.  Derbyshire                         38-59    52-34  5-4    10-29,  insol.  2-74:^109-36  T 
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Mn 

Mn 

0 

Pe 

Sa 

4.  Vicdessos 

5.  Groroilite 
t).  Baden 

69-8 
62-4 

32-73 

11-  7 

12-  8 

6-0 
9-33 



7.  Ilmenau 

8.  Rubeland 

9.  Westgothland 

66*5 
67-50 

82-51 

12-  1 

13-  48 

1  -Q 

1-01 

0-77 

8-] 
0-36 

]  0.  Hillsdale,  N.  Y. 
11.  Austerlitz,  " 
rj.  Siegen 

58-5 

68-50 
58-50 

10-4 

16-75 
22-00 
5-7 

13.  Skidberg 

14,  Gastein 


15.  Lausitz 
1^).  Kamsdorf 
17. 


66-16 
—  34-16 


14-16 


Cu  H 

  12-4,  Al  7-0=100-9  Bej-I 

  15-8,  clay  3-0  =  100  Berthier. 

4-0  31-33,  Ph  12-33,  Pb  8-0,  €e  0-33,  SiO'lS 
quartz  2 -60  W 

  9-8,  Si  2-5  =  1 00  Scheffler. 

 10-30,  Si  0-47,  Ca4-22,  K  3-66  =  100  R. 

  5-58,  Si  1-43,  3^1  6-30,  Ca  1-91,  Mg 

0-69=99-21  Iglst. 

  11-50,  insol.  3-25  =  100  Beck. 

 17-00,  insol.  2-50=100  Beck. 

•  12-9  (with  loss),  3cl  10-7,  quartz  1-8  B. 

)0-02  12-07,  Si  0-92,  'Al  0  75,  Ca  0-59,  Mg 
0-28,  K  0-28  =  99-11  Balir. 
  16-90,  CaC  7-59,  sand  27-27  Hornig. 


II 


Mn 

31-21 
40-05 


Mn 
16-0 


Earthy 
0  3Fe 


Cobalt ;  Asbolite. 


£a  Co 


6-78 
9-47 


4-56  0-50 


19-4*^ 
32-05 
19-45 


Cu 
0-2 

4-35 


H 

17-0,  Si  24-8,  ^1  20-4=97-8  Kl. 

22-90  =  92-94  D. 

21-24,  K  0-37  =  99-94  Bamm. 


III.   Cupreous  Manganese ;  Lampadite ;  Kupferscliwarze,  or  Black  Copper,  in  part 

Mn   Mn      0      3Fe     ]5a    Co      Cu  fl 

18.  Schlackenwald    74-10    0-12   4-80  20-10,   Si  O'S,  gypsum   1-05  = 

100-47  Kersten. 

19.  Kamsdorf         49-99    8-91    4-70  1-84    0-49^  14-67  14-46,  Mg  0-69,  K  0-52,  Si  2-74, 

Ca  2-25  =  101-06  R. 

20.  "  53-22    9-14    1-88  1-70    0-14^  16-85  16-94,  K  0-65,  Ca  2-85=  103-44  B. 

*  "With  oxyd  of  manganese.  ^  With  oxyd  of  nickel. 

Pyr.,  etc. —  Wad  reacts  like  psilomelane.  Earthy  cobalt  gives  a  blije  bead  with  salt  of  phos- 
phorus, and  when  heated  in  R.r.  on  charcoal  with  tin,  some  specimens  yield  a  red  opaque  bead 
(copper).  Cupreous  manganese  gives  similar  reactions,  and  three  varieties  give  a  strong  man- 
ganese reaction  with  soda,  and  evolve  chlorine  when  treated  with  muriatic  acid. 

Obs. — The  above  ores  are  results  of  the  decomposition  of  other  ores — partly  of  oxyds,  and 
partly  of  manganesian  carbonates.  They  occur  at  the  localities  above  mentioned,  and  many 
other  places.  •  Wad  or  bog  manganese  is  abundant  in  the  counties  of  Columbia  and  Duchess, 
N.  Y.,  at  Austeilitz,  Canaan  Centre,  and  elsewhere,  where  it  occurs  as  a  marsh  deposit,  and, 
according  to  Mather,  has  proceeded  from  the  alteration  of  brown  spar ;  also  in  the  south-west 
part  of  Martinsburg,  Lewis  Co.,  in  a  swamp.  There  are  large  deposits  of  bog  manganese  at  Blue 
Hill  Bay,  Dover,  and  other  places  in  Maine. 

Earthy  cobalt  occurs  with  cobalt  pyrites  at  Riechelsdorf  in  Hesse ;  Saalfeld  in  Thuringia ;  at 
Nertschinsk  in  Siberia ;  at  Alderly  Edge  in  Cheshire.  An  earthy  cobalt  occurs  at  Mine  la  Motte, 
Missouri,  which  contains  10  or  11  p.  c.  of  oxyd  of  nickel,  besides  0x3-d  of  cobalt  and  copper,  with 
iron,  lead,  and  sulphur;  also  near  Silver  BluflF,  South  Carolina,  affording  24  p.  c.  of  oxyd  of  cobalt 
to  76  of  oxyd  of  manganese. 

Cupreous  manganese  is  found  at  Schlackenwald,  and  at  Kamsdorf  near  Saalfeld;  atLauterberg 
in  the  Harz.     Peloconite  is  from  Remohnos,  Chili,  where  it  occurs  with  chrysocolla,  or  malachite. 
Yarvacite.    Yarvacite,  referred  to  on  p.  171  as  an  altered  mauganite,  approaches  a  wad  in 


composition.    Phillips  obtained  (Phil.  Ma^ 


!81,  vii.  284)  Mn  63-3,  0  31-7,  H  5-0;  or  Mn 


81-7,  0  13-3,  H  5-0.  A  similar  compound  from  Ilefeld  in  the  Harz  (in  part  pseudomorphous  after 
calcite)  afforded  Turner  Mn  80-79,  0  14-23,  H  4-98=100,  and  Dutios  (Scliw.  J.,  Ixiv.  81)  Mu 
8l'4U,  0  13-47,  H  5-13=100. 
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IT.  OXYDS  OF  ELEMENTS  OF  THE  AKSENIC  AND  SULPHUE 

GEOUPS,  SEEIES  II. 

1.  ARSENOLITE  aROUP.    Comp.  R  0\  Isometric. 

219.  Arsenolite  As  0^  220.  Senarmoxtite  Sb  0^ 

2.  YALENTINITE  GROUP.    Comp.  R  0\  Orthorhombic. 

221.  Valexttxite  SbO^  224.  Molybdite  ^ 

222.  (?}BiS]ynTE  Bi  0^  225.  Tcxgstite 

223.  (?)KARELmTE  BiOH-[nBiS] 

3.  KERMESITE  GROUP.    Comp.  R  0^  with  S  replacing  part  of  0.  Monoclinic. 

226.  Keemesite  Sb  (0, 

4.  CER\^ANTITE  GROUP.    Comp.  RO'  +  RO\ 

227.  Cervaxtite  SbO'  +  SbO^ 

Appendix.— 228.  Stibicoxite  Sb  0*+aq.    229.  Volgerite  Sb  0^  +  aq. 


219.  ARSENOLITE.  Arsenicum  nativum  farinaceum,  A.  n.  crystallinum,  Wall,  224,  1747. 
A.  calciforme  Cronst.,  207,  1758,  A.  cubicum,  etc.,  Linn.,  17G8.  White  Arsenic  1771, 
Arsenic  blanc  natif  i^/-.  Naturlichor  Arsenikkalk.  Arsenikblllthe  Karsl,  Tab.,  79,  1800. 
Arsenic  oxide  R.  Acide  arsenieux  Fr.  Oxyd  of  Arsenic,  Arsenous  acid.  Arsenige  Saure 
Germ.    Arsenit  Raid.,  Handb.,  487,  1845.    Arsenohte  Dana,  Min.,  139,  1854. 

Isometric.  In  octahedrons  (f.  2).  Usually  in  minute  capillary  crystals, 
stellar aggregated,  or  crusts  investing  other  substances.  Also  botryoidal, 
stalactitic  ;  earthy. 

H.  — 1-5.  G.  =  3-698,  Eoget  &  Dumas.  Lustre  vitreous  or  silky.  Color 
white,  occasionally  with  a  yelloAvish  or  reddish  tinge.  Streak  white,  pale 
yellowish.    Transparent — opaque.    Taste  astringent,  sweetish. 

Comp. — As=Oxygen  24*24,  arsenic  75-76  =  100. 

Pyr,,  etc. — SubUmes  in  the  closed  tube,  condensing  above  in  minute  octahedrons.  B.B.  on 
charcoal  volatilizes  in  white  fumes,  giving  a  white  coating  and  an  alliaceous  odor.  Shghtly  soluble 
in  hot  water. 

Obs. — Accompanies  ores  of  silver,  lead,  arsenical  iron,  cobalt,  nickel,  antimony,  etc.,  as  a  result 
of  the  decomposition  of  arsenical  ores.  Occurs  at  Andreasberg  in  the  Harz ;  at  Wlieal  Sparnon 
in  Cornwall;  Joachimsthal  in  Bohemia;  Kapnik  in  Hungary;  the  old  mines  of  Biber  in  Hanau ; 
the  Ophir  mine,  Nevada  ;  the  Armagosa  mme,  Great  Basin.  Cal. 

Arsenolite  has  been  observed  a?  a  furnace  product  in  orihorhomTjic  crystals,  probably  isomorphoua 
with  valentinite.  As  and  iSb  are  known  to  be  isodimorphous.  The  prismatic  form  is  obtained  from 
subhmation  at  a  temperature  above  20U''  C.  and  the  isometric  at  one  much  lower. 
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As  the  name  arseniie  is  used  in  chemistry  for  compounds  of  arsenous  acid,  the  author  in  1854 
changed  it  to  arsenoUte. 

Alt. — Native  arsenic  is  often  covered  by  a  blackish  crust  or  powder,  which  has  been  considered 
a  suboxyd  (As) ;  but  accordiug  to  Suckow,  it  is  a  mixture  of  metaUic  arsenic  and  arsenous  acid. 

220.  SENARMONTITE.    Antimoine  oxyde  octaedrique  B.  de.  Senarmoat,  Ann.  Ch.  Phys., 
III.  xxxi.  504,  1851.    Senarmontite  Dana,  Am.  J.  Sci.,  II.  xii.  209,  1851. 

Isometric ;  in  octahedrons  (f.  2).  Cleavage :  octahedral,  in  traces.  Also 
granular  massive;  in  crusts. 

Il.  =  2— 2'5.  G-.  =  5'22 — 5 '3.  Lustre  resinous,  inclining  to  subadaman- 
tine.    Transparent — translucent.    Colorless  or  grayish.    Streak  Avliite. 

Comp. — Sb  (like  valentnite)= Oxygen  16-44,  antimony  83-56r=100,  with  sometimes  1  p.  c.  of 
lead  and  1  to  3  p.  c.  of  grayish  clay,  Rivot  (1.  c.j. 

Pyr.,  etc. — In  the  closed  tube  fuses  and  partially  sublimes.  B.B.  on  charcoal  fuses  easily,  and 
gives  a  white  coating;  this  treated  in  R.F.  colors  the  outer  flame  greenish-blue.  Soluble  in 
muriatic  acid. 

Obs. — A  result  of  the  decomposition  of  stibnite  and  other  ores  of  autimony.  First  found  in 
the  district  of  Haraclas  in  Algeria ;  occurs  also  at  Perneck  near  Malaczka  in  Hungary  ;  Eudelhon 
in  Cornwall ;  the  antimony  mine  of  S.  Ham,  Canada.  The  octahedrons  from  Algeria  are  some- 
times nearly  \  in.  in  diameter. 

Named  after  H.  de  Senarmont,  who  first  described  the  species. 


221.  VALENTINITE.  Chaux  d'antimoine  native  (fr.  Chalanches)  Mongez,  J.  de  Phys.,  xxiii. 
66,  1783;  (fr.  Przibram)  Bossier,  CreU's  Ann.,  1787,  i.  334,  Antimonium  spatosum  album  ^ac- 
quei,  ib.,  1788,  i.  523.  Weiss-Spiesglaserz  Wern.,  Hoffm.,  Bergm.  J.,  385,  398,  1789.  Weiss- 
Spiessglanzerz  Z'/a^r.,  CreU's  Ann.,  1789,  i.  9;  Beitr.,  iii.  183,  1802.  Antimoine  oxyde  H.,  Tr., 
iv.  1801.  "White  Antimonial  Ore  Kirwan,  i.  251,  1796.  White  Antimony,  Oxyd  of  Antimony. 
Antimonbliithe  v.  Leonh.,  Handb.,  160,  1821.  Exitele  Beud.,  Min.,  615,  1832.  Exitehte  Chap- 
man, Min.,  39,  1848.    Yalentinit  Haid.,  Handb.,  606,  1845. 

Orthorhombic.  /a7=136°  58';  0 A1-1=10d°  35';  a  : 
h  :  c=i:3"5S68  :  1  :  2'5365.  Observed  planes  :  /,  1-^, 
4-2„  2-2.  1-z  A 1-2,  adj.,  =  70°  32',  ^-2  A  i-z=129°  32',  /  A^-^= 
111°  31'.  Often  in  rectangular  plates  with  the  lateral 
edges  bevelled,  and  in  acicular  rhombic  prisms.  Cleavage  : 
/,  higlily  perfect,  easily  obtained.  Twins  :  composition- 
plane,  i-z,  producing  an  aggregation  of  thin  plates.  Also 
massive  ;  structure  lamellar,  columnar,  granular. 

H.  =  2*5 — 3.     G.  —  5*566,  crystals  from  Braunsdorf. 
Lustra  adamantine,  i-i  often  pearly  ;  shining.    Color  snow- 
white,  occasionally  peach -blossom  red,  and  ash-gray  to 
brownish.    Streak  white.    Translucent — subtransparent. 

Comp. — Sb=Oxygen  16-44,  antimony  83-56  =  100.  Analysis:  1,  Yauquehn  (Haiiy's  Min.,  iv 
274);  2,  Suckow  (Jahresb.,  1849,  733): 

1.  AUemont     Oxyd  of  antimony  86       Ibid,  with  ¥e  3       Silica  8  =  97. 

2.  Wolfach  "        "        91-7  "        3Fe  1-2       "     0-8,  Sb  6-3  =  100. 

Mongez,  who  makes  the  first  mention  of  this  mineral  from  a  discovery  of  the  acicular  variety  at 
Allemont,  correctly  regarded  it  as  native  oxyd  of  antimony,  as  afterward  confirmed  by  Vauquelin, 
and  by  RGssler  (1.  c.)  for  the  Bohemian  variety.  Prof  Hacquet  and  Klaproth  aunouunced  in 
1788,  1789,  the  probable  presence  in  the  latter  of  muriatic  acid ;  but  in  1802  Klaproth  pronounced 
this  also  pure  oxyd  of  antimony. 

Pyr.,  etc. — Same  as  for  senarmontite. 
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Obs. — Occurs  with  other  antimonial  ores,  and  results  from  their  alteration.  Found  at  Przi* 
brain  in  Bohemia,  in  veins  traversing  metamorphic  rocks  ;  atFelsobanya  in  Hungary,  with  stiUnite 
and  arsenopyrite ;  Malaczka  in  Hungary;  Briiunsdorf  near  Freiberg  in  Saxony;  Allemoat  in 
Dauphiny.    Also  at  the  antimony  mine  of  South  Ham,  Canada  East. 

Antiinonophyllite  of  Breithaupt,  of  unknown  loeahty,  occurring  in  tbiu  angular  six-sided  prisms, 
is  probably  valentinite. 

T\iQ  2yrtsmatic  form  of  isb  is  obtained  from  solutions  at  a  temperature  above  lOO^C. 

Named  after  Basil  Valentine,  an  alchemist  of  the  15th  century,  who  discovered  the  properties 
of  antimony. 

222.  BISMITE.    Oxyd  of  Bismuth,  Bismuth  Ochre.    Wismuthocker  Germ.    Bismuth  oxyde 

Fr.    Bismite  Dana. 

Crystalline  form  not  observed.  Occm^s  massive  and  disseminated,  pul- 
verulent, earthy  ;  also  passing  into  foliated. 

G.  =1'3G11,  Biisson.  Lustre  adamantine — dull,  earthy.  Color  greenish- 
yellow,  straw-yellow,  grayisli- white.    Fracture  conchoidal — eartliy. 

Comp. — Bi=0x3'gen  10-35,  bismuth  89-65  =  100,  along  with  some  iron  and  other  impurities. 
Analysis  by  LampacUus  (Handb.  ch.  Anal,  286) : 

Oxyd  of  bismuth  86-4,    oxyd  of  iron  5-1,    carbonic  acid  4-1,   w^ater  3-4=99. 

Suckow  obtained  for  another  from  Fichtelgebirge,  derived  from  the  decomposition  of  aikmite 
(Die  Yerwitt.  im  Min.,  14),  Bi  96-5,  As  r5,  Fe-  H^  2-0  =  100. 

Pyr.,  etc. — In  the  closed  tube  most  specimens  give  off  water.  B.B,  on  charcoal  fuses,  and  is 
easily  reduced  to  metallic  bismuth,  which  in  O.F.  gives  a  yeUow  coating  of  oxyd.  Soluble  in 
nitric  acid. 

Obs. — Occurs  pulverulent  at  Schneeberg  in  Saxony,  at  Joachimsthal  in  Bohemia  ;  with  native 
gold  at  Beresof  in  Siberia;  in  Cornwall,  in  St.  Roach,  and  near  Lostwithiel. 

Dr.  Jackson  reports  an  oxyd  of  bismuth  not  carbonated,  as  occurring  with  the  tetradj-mite  of 
Virginia. 

See  further,  Bismutite,  p  716. 

223.  KARELINITE.    Kareliuit  Hermann,  J.  pr.  Ch.,  Ixxv.  44^,  1858. 

Massive.  Structure- crystalline.  Cleavage  in  one  direction  rather  dis- 
tinct. 

H.  =  2.  G.  =  6'60,  Herm.  Lustre  strongly  metallic  within.  Color  lead- 
gray. 

Comp, — Bi  with  Bi  S.    Analysis  :  Hermann  (1.  c.)  : 

0  [5-21]  S  3-53  Bi  91-26  =  100 

Pyr.,  etc. — In  tube  gives  sulphurous  acid  but  no  sulphur,  yielding  a  gray  slag  with  globules 
of  bismuth. 

Obs. — From  the  Savodinsk  mine  in  the  Altai,  along  with  hessite  (telluric  silver).  The  mineral 
is  not  homogeneous,  containing  along  with  tlie  metallic  substance  a  gray,  earthy  mass  of  V)isinu- 
tite.  By  treating  the  povrdered  mass  with  muriatic  acid,  a  metallic  powder  remains,  wliicli,  ex- 
amined with  a  lens,  and  washed,  proves  to  be  entirely  free  from  any  native  bismuth,  and  is  the 
mineral  karelinite. 

Named  after  Mr.  Karelin,  the  discoverer. 

224.  MOLYBDITE.  Molybdena  or  Molybdic  Ochre,  Molybdic  Acid.  Molybdanocker  Germ 
Molybdine  Greg  cO  Letisom,  This  Min.,  144,  1854  Brit.  Min.,  348,  1858.  Molybdite  Breitli.,  B. 
H.  Ztg.,  xvii.  125,  1858. 


Orthorhomhic.  /A/r=136°  48',  and  isomorphpus  with  valentinite,  "Breith 
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(fr.  artif.  ciyst.).  In  capillary  crystallizations  tnfted  and  radiated  ;  also 
subfibrous  massive  ;  and  as  an  earthy  po\yder  or  incrustation. 

IL  =  1  — 2.  G. =4- 49— 4-50,  Weisbach.  Lnstre  of  crystals  silky  to  ada- 
mantine ;  earthy.    Color  stra\y-ye]lo\y,  yellowish-white. 

CDinp.— Mo^Oxygcn  "4-29,  molybdenum  65-71  =  100. 

Pvr..  etc, — 13. B.  on  charcoal  fuses  and  coats  the  charcoal  with  mmute  yellowish  crystals  of 
molybdic  acid  near  the  assay,  becoming  white  near  the  outer  edge  of  the  coating.  This  coating 
treated  for  an  instant  in  R.F.  assumes  a  deep  blue  color,  which  changes  to  dark  red  on  coutmued 
h  »aring.  "With  borax  gives  in  O.F.  a  j'ellow  bead  while  hot,  becoming  colorless  on  cooling ;  in 
R.F.  a  saturated  bead  becomes  broum  or  black  and  opaque.  With  salt  of  phosphorus  gives  ayel- 
lou'ish  bead  in  O.F..  becoming  green  when  treated  in  R.F.  and  allowed  to  cool 

Oh  i. — Occurs  with  molybdenite,  from  which  it  is  probably  derived,  at  the  foreign  localities  of 
tliat  species;  at  Aduu  Tscliilou  in  Dauria,  and  at  Pitkaranta  ou  L.  Ladoga,  in  silky  tufts  of  cap- 
illarj-  crystals. 

InX.  llamp.,  at  Westmoreland,  earthy;  in  Penn.,  at  Chester,  Delaware  Co.;  Georgia,  Heard 
Co..  in  silky  fibrous  tufts  ;  in  the  gold  region,  a  few  miles  north  of  Virginia  City,  Nevada, 
in  subfibrous  masses,  and  tufted  crystallizations  of  a  deep  yellow  color  {caWod  mo' ijhdate  of  iron  hy 
D.  D.  Owen,  in  Proc,  Ac.  Philad.,  vL  lUS,  but  shown  by  Genth  to  be  this  species  mixed  with 
limouite). 

Artificial  crj'stals  of  molybdite  afforded  A.  E.  N'ordenskiold  the  planes  0,  i-T,  i-i,  i-^,  f-T,  l-i,  ^-1, 
and  the  following  angles :  0  A^-i=  157°  7',  0  A  ^-i=]4>i'' o\  O  A  f;-i=  140°  3',  A«-*=:  lo6^  12  ; 
and  gave  a:b:  c=0'4T92  :  1 :  0-3872.  Doubling  the  vertical  axis,  a:b:  c=0'95.'54  :  1 :  O-BsT  2,  which 
is  very  closely  the  relation  in  the  corresponding  acid  of  vanadium,  which  has  a:b:  c=0''JbdO  :  1 : 
0-3832.    The  above  dimensions  correspond  to  /  a 7=137°  4u.' 

225.  TUNG3TITE.    Tungstic  Ochre  B.  Silliman,  Am.  J  Sci.,  iv.  52,  1822.  Wolframocker, 
Scheelsaure  Germ.  "Wolframine  LetUom  &  Greg,  This  ^lin.,  1854,  Brit.  Min.,  349,  1853. 

Pulyernlent  and  earthy. 

Color  bright-yellow,  or  yellowish-green. 

Comp. — W,  or  pure  tungstic  acid=Oxygen  20-7,  tungsten  79-?>  =  100. 

Pyr.,  etc.— B  B.  on  charcoal  becomes  black  in  the  inner  flame,  but  infusible.  "With  salt  of 
phosphorus  gives  in  O.F.  a  colorless  or  yellowish  bead,  which  treated  in  R.F.  gives  a  blue  glass  on 
cooling.    Solul^le  in  alkalies,  but  not  in  acids. 

Obs. — Occurs  with  wolfram  in  Cimiberland,  and  Cornwall.  England;  at  Lane's  mine.  Monroe, 
Ct.,  tilling  small  cavities  in  other  ores  of  tungsten,  or  coating  them,  and  has  resulted  from  their 
decomposition  ;  in  Cabarrus  Co.,  N.  C. ;  at  St.  Leonard,  near  Limoges,  rarely  in  distinct  cubes  of 
a  sulphur-yellow  color  on  wolfram  and  quartz,  a  tine  specimen  of  whicli  is  contained  in  the  cab- 
inet of  Mr  Adam  of  Paris. 

Artificial  crystals,  according  to  A.  E.  Xordenskiold  (Pogg,,-oxiv.,  22h).  are  orthorhombic,  with 
/a  1=110',  aiid  a:h:  c=:0-462(j :  1  :  U'GvtOG  ;  G.  =  6  ;^02  — 6-384.  These  axes  approximate  to  those 
of  mo!ybdite,  if  for  c,  §c  is  substituted,  .".nd  then  this  axis  is  made  the  vertical ;  the  axes  becom- 
ing ()-4644:  1  :  0'402G. 

The  name  Wolframine  is  changed  to  Tungstite  in  order  to  get  rid  of  the  chemical  termination 
ine.    Wolframite  has  been  used  for  another  species. 

226.  KfiRMESITE.  Rod  Spitsglasmalm,  Antimonium  Sul.  et  Ars.  mineralisatum,  Minera 
Ant,  colorata,  Wall,  239,  1747  (fr.  Braunsdorf ),  Cronst,  203,  1758.  Antimonium  plumosum 
r.  Born.  Lithoph.,  L  137,  1772.  Mine  d'antimoine  en  plumes,  ib.  granuleuse,  =Kermes  mineral 
natif,  Sage.  Min.,  ii.  251,  1779,  de  Lisle,  Crist.,  iii.  56,  60,  1783.  Roth-Spiesglaserz  Wern.,  1789. 
Rothspiessglanzerz  Emmerling,  Min.,  1793;  Kla.pr.,  Beitr.,  iii.  132,  1802  (with  anal.,  making  it 
an  oxysulphid).  Antimoine  oxyde  sulfure  K,  TabL,  1809.  Red  Antimony.  Spiessglanzblende 
pt.  Ilausm.  Handb.,  225,  IS  13,  Antimony  Blende /ame50?i,  Min.  iii.  421,  1S20.  Antimon blende 
Leonh.,  Handb.,  157,  1821.  Kermes  Beud.,  Tr.,  ii.  617,  1832.  Kermesite  Clmpmaa,  Min.,  01, 
1843.   Pyrostibit  Glock.,  Syn.,  16,  1847.    Pyrantimonite  Breith. 


Monoclinic.     6'=77°  51';   6>  A  ^■-^=102°  9',  O  M-i,  plane  on  acute 
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edge.=:115°  30',  0  A  -i-/=149^  57'.  Cleavage:  basal.  Usually  iii  tufts  uf 
capillary  crystals,  consisting  of  elongated,  slender,  six-sided  prisms. 

H.  =  l  — i'5.  G.  =  -l"5— Lustre  adamantine,  inclining  to  metallic. 
Color  clierrv-red.  Streak  brownisli-red.  Feebly  translucent.  Sectile. 
Thin  leaves  sliij-litlv  tlexihle. 

Comp.— Sl*0^+2  SbS^=Antimony  75-3.  subphur  19-8,  oxygen  4  9  =  100.  Analyses:  11.  Rose 
(Pogg.,  iii.  453,  the  sulphur  separately  determined) : 

1.  Braunsdorf  Autiroony  'i4-45  Oxygen  5  29  Sulphur  20-40 

2.  "         75-66  "       4-27  "  20-49 

Pyr.,  etc. — In  the  closed  tube  blackens,  fuses,  and  at  first  gives  a  white  sublimate  of  oxyd  of 
antimony;  v.ith  strong  heat  gives  a  black  or  dark-red  sublimate.  In  the  open  tube  and  on 
charcoal  reacts  like  stibnite. 

Obs. — Results  frofti  the  change  of  gray  antimony.  Occurs  in  veins  in  quartz,  accompanying 
stibnite  and  valentinite,  at  Malaczka  near  Posing  in  Hungary;  at  Braunsdorf  near  Freiberg  ia 
Saxony;  at  Allemont  in  Dauphiny;  at  New  Cunmock  in  Ayrshire,  Scotland;  at  South  Ham, 
Canada  East. 

The  tender  ore  {Zundererz)  has  been  shown  to  be  wholly  distinct  from  red  antimony. 
Artif. — This  species  is  the  compound  long  known  in  chemistry  under  the  name  of  ktrmes. 


227.  CERVANTITE.   Spiesglanzokker  pt.  KarsL,  Mus.  Lesk.,  1.  534,  17  89,  Tab.,  54,  78,  1800. 

Antimony  Ochre  pt.  Antimonocher  pt.  Germ.  Gelbantimonerz  (from  Hungary)  BreiiL,  Char^ 
98,  1823,  224,  1832.  Acide  antimonieux  Bufr.,  Min.,  ii.  654,  1845.  Antimonous  Acid,  Anti- 
monoso-autimonic  Oxyd.    Cervantite  Dana,  Min.,  1854. 

Orthorhombic.  In  acicular  crystallizations.  Also  massive;  as  a  crust, 
or  a  powder. 

H.  =  i — 5.  G.=4'0Si.  Lustre  greasy  or  pearly,  briglit  or  earthy. 
Color  isabella-yellow,  siilpliur-yellow,  or  nearly  white,  sometimes  reddish- 
^vhite.    Streak  yellowish-white  to  white. 

Comp.— Sb  0^  or  Sb  0^+Sb  0== Oxygen  20-8,  antimony  79-2  =  100.  Analyses:  1,  Dufrenoy 
(1.  c);  2,  Bechi  (Am.  J.  Sci.,  II.  xiv.  61);  3,  Phipson  (C.  R.,  111.  752): 

0  Sb        Ca  C  ¥e 

1.  Cervantes  16*85       67-50       11-45       1 -50.  gangue  2  70  =  99-80  Dufrenoy. 

2.  Pereta.  Tusc.      19-47       78-83    1-2.5,  gangue  0'75=  10' ••on  Bechi. 

S.Borneo  65-00   Fe,  Al  10-00^  Si,  etc.,  21-2.5,  H  o-7  5  =  100  Phipson, 

The  compound  Sb  0^  -f  Sb  0^  free  of  water,  is  formed  by  different  methods  in  chemistry,  as  by 
the  roasting  of  stibnite,  or  of  valentinite,  etc. ;  and  when  pure  it  is  white. 

Pyr.,  etc. — B.B.  infusible  and  unaltered;  on  charcoal  easily  reduced.  Soluble  in  muriatic 
acid. 

Obs. — Occurs  at  various  mines  of  stitnite,  and  results  from  the  alteration  cf  this  and  otlier 
antimonial  ores.  Found  at  Cervantes  in  Galicia,  Spain ;  Cbazelles  in  Auvergne  ;  Felsobanya, 
Kremnitz.  and  elsewhere  in  Hungary;  Pereta  in  Tuscany  (anal.  2);  near  St.  Minvers.  at  Wheal 
Lea,  at  Wheal  Kine,  and  at  EndeUion,  in  Cornwall;  in  Ayrshire,  Scotland,  at  Hare  Hill;  in 
Borueo.  in  rhombic  prisms  half  an  inch  long,  terminating  in  two  planes,  and  also  massive ;  at  the 
Carmen  mine  at  Zacualpan  in  Mexico;  at  South  Ham,  Canada  East;  in  Cahfornia,  Tulare  Co.,  at 
Pass  of  San  Amedio,  with  stibnite. 

Phipson  makes  the  Borneo  mineral  a  hydrate,  with  the  formula  Sb  0^  +  11.  But,  Brush 
observes  (Am.  J.  Sci.,  II.  xxxiv.  2u7).  the  oxyd  of  iron  and  silicate  of  alumina  present  as  impuri- 
ties, in  a  pale  yellowish  or  reddjsh-white  mineral,  would  have  had,  in  combination,  at  least  3  p.  c. 
of  the  water,  if  in  the  states  of  limonite  and  kaolin.  Moreover,  the  fact  which  Phipson  states, 
that  the  m  neral  is  unaltered  when  heated,  is  further  evidence  that  it  is  not  a  1  ydrate. 
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228.  STIBICONITE.  Antimony  Ochre  pt.  (Sjni.  under  Cervantite).  Stibiconise  Bend.,  Tr.,  il 
616,  1S:]2.  Stibllth  Blum  &  Dtlp,  J.  pr.  Cli,  xl.  318.  Stibicouite  Brush,  Am.  J.  Sci.,  II. 
xx^xiv.  207,  1862. 

Massive,  compact.    Also  as  a  powder  and  in  crusts. 

H.=4— 5vj,  G.— 5-28,  B.  &  D.  Lustre  pearly  to  earthy.  Color  pale  yellow  to  yellowish- 
white,  reddish-white. 

Formula  given,  Sb  0*+n=Oxygeu  19-6,  antimony  74-9,  water  5-5=:100. 
Analysis  :  Blum  &  Delffs  (1.  c.) : 

0  Sb  As  fl 

Goldkronach  19-54  75-83  tr.  4-63  =  100  B.  &  D. 

Beudaut  states  that  stibiconite  yields  water,  and  he  makes  it  in  his  formula  antimonious  acid 
with  xH.  Blum  &  Delffs  say  that  the  water  they  obtained  was  probably  mechanically  mixed,  but 
no  reason  for  this  conclusion  is  given.  Volger  states  (Entw.  Min.,  72,  1854)  that  the  stibiconite 
is  a  mixture  of  the  following  hydrous  species  with  cervantite  and  valentinite.  The  compound 
Sb  0"'4-H  has  been  formed  artificially;  but  its  existence  in  nature  appears  still  to  be  doubtful. 
Beudant  uientions  no  particular  locality.  Blum  &  Delffs  enumerate  others  besides  Goldkronach 
in  Bavaria,  but  evidently  aim  to  include  all  localities  of  antimony  ochre. 

Parizite  of  A.  Arents  (Am.  J  Sci.,  II.  xliii.  3(i2 )  appears  to  be  a  hydrous  oxyd  of  antimony  mixed 
■with  various  metallic  oxyds,  as  pronounced  by  Blake  (ib.,  xliv.  119).  It  varies  in  color  from  yel- 
lowish-green to  blackish-green  and  black;  has  G.  =  3-8;  H.  =  3— 4;  and  an  even  conchoidal 
fracture. 

An  analysis  afforded  Arents  Sb  47-65,  Cu  32-11,  Ag  6*12,  f>b  2-01,  Fe  2-33,  H  8-29  =  98'51.  It 
occurs  in  the  Blind  Spring  Aits.,  Mono  Co.,  California,  with  argentiferous  galenite,  and  antimonial 
ores  of  lead  and  silver,  from  whose  decomposition  it  has  probably  proceeded. 

SMefeldtite  of  E.  Kiotte  (B.  H.  Ztg..  xxvi.  253,  July,  1S6h)  appears  to  be  very  similar  to  the 
partzite.  It  occurs  massive ;  blackish  and  brown  in  color ;  H.  =  3-5— 4-5;  G.=4-12— 4-24,  with  a 
sliining  streak. 

Stetefeldt  found  as  a  mean  of  two  analyses:  Sb  0'  43-77,  S  4*7,  Ag  23*74,  Cu  12-78,  Fe  1-82,  fi 
'7-9;  and  thence  deduces  Sb  0*  46  47,  S  4  59,  Ag  23-23,  Cu  2-27,  Fe  2-41,  Cu  13-28,  H  7-75  =  10u. 
It  comes  from  South-eastern  Nevada,  in  the  Empire  district ;  also  in  the  Philadelphia  district. 

229.  VOLGERITE.    Antimony  Ochre  pt.    Hydrous  Antimonic  Acid. 

Massive,  or  as  a  powder. 
Color  white. 

Comp.— Sb  0^  +  5  H=Oxygen  19-3,  antimony  58  9,  water  21-8  =  100,  Yolger  (Entwickl.  Min., 
77).    The  analysis  of  Curaenge  corresponds  to  Sb  0°+4  H. 
Analysis.  Cumenge  (Ann.  d.  M.,  IV.,  xx.  8u): 

0  17  Sb  62  fi:  15  3Fe  1  gangue  3  =  98. 

Sb  0^4-5  TI  is  easily  obtained  artificially.  It  is  tasteless,  insoluble  in  water  and  acids,  and  has 
G.— 6-H,  Boullay.  It  gives  off'  its  water  at  a  heat  below  redness,  and  oxygen  at  a  red  heat.  There 
is  also  a  compound  Sb  0^+4  H ;  but  this  is  much  less  stable  (Watt's  Diet.  Chem.). 

Obs. — The  mineral  analyzed  by  Cumenge  was  from  the  province  of  Constantine,  Algeria.  Tol- 
ger  remarks  that  this  white  antimony  ochre  is  a  common  result  of  the  alteration  of  stibnite. 

2:!0.  Tellurite.  (Tellurige  Saure  Petz,  Pogg.,  Ivii.  478,  1842;  TeUurite  Ficol,  Min.,  429.) 
Small  yellowish  or  whitish  fepherical  masses,  radiated  in  structure,  and  a  vellowish,  earthy 
incruf-tation,  occurring  with  the  native  tellurium  of  Facebay  and  Zalathna ;  is  said  to  afford  the 
reactions  of  tellurous  acid. 

230xV.  Tantalic  Ochre.  A  tantalic  ochre  occurs  on  crystals  of  tantalite  at  Pennikoja  in  Somero 
Finland;  color  brownish,  lustre  vitreous.    A.  E.  Nordenskiold,  Finl.  Min.,  27,  1855. 
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III.  OXYDS  OF  THE  CAEBON-SILICOK  GEOUP,  SEEIES  II. 

231.  QUARTZ.  KoraraWoi  T/icophr.,  etc.  Crystallus  (with  allusion  to  its  hexagonal  form  and 
pyramidal  terminations)  P^wi.,  xxxvii.  9,  10;  ^\lex  Flin.,  xxxvi.  371.  Crystallus,  Quartzum  can- 
didissimum  [auriferous],  Germ.  Quertze,  Kiselstein,  Agric,  276,  etc.,  444:,  459,465,  154G,  1521). 
Quartz,  Kisel,  Wall.,  102,  1747.    Quartz,  Kiesel,  Germ. 

Eliomboliedral,  and  for  the  most  part  hemiliedral  to  the  rhomboliedron 
(or  tetartohedral  to  the  hexagonal  prism).  77AA'=9i°  15',  O  h  E—l^'^'' 
13' ;  a=l'0999.  Observed  planes:  {a)  11^  -R  (or  -1),  ^,  most  freqnent,  as 
in  f.  180-182,  R  and  -1  making  np  the  ordinary  pyramidal  terminations, 
and  the  latter  often  distingnishable  from  R  in  being  the  smaller  planes, 
and  sometimes  in  having  feebler  Instre  or  less  smoothness;  the  pyramid 
sometimes  consisting  o^  R  alone  (f.  183) ;  (h)  planes  2-2,  very  common,  bnt 
only  hemiliedrall  y,  as  in  f.  186,  and  thus  corresponding  to  the  faces  of  a  double 
three-sided  pyramid ;  {c)  various  rhomboliedrons  replacing  the  basal  edges 
of  tlie  hexagonal  pyramid  (as  4  in  f.  185,  f ,  3,  and  -7,  -1,  in  f.  191,  others 
in  f.  1 92),  3,  Ir,  being  the  most  common  ;  also  the  rhomboliedron  -h  replac- 
ing the  edges  R/Ii  (f.  191,  193,  a  rough  plane,  as  usual);  also,  among 
other  rhomboliedrons,  f ,  |-,  -|,  2,  6,  7, 10,  and  the  same  in  the  negative  series, 
besides  50  others  ;  {d)  various  trapezohedral  forms,  situated  obliquely  about 
the  angles  of  the  pyramids,  like  6-|-  in  f.  190,  and  others  in  f.  192,  193,  the 
planes  gyroidal  or  plagihedral  in  position,  and  inclining  upward  toward 
the  right  or  left,  and  thus  being  either  right-handed  as  in  f.  192,  or  left- 
handed  as  in  f.  190  ;  and  again  occurring  occasionally  on  each  solid  angle 
(as  in  f.  190),  in  which  case  they  are  hemihedral  (12  out  of  the  normal  21) ; 
or,  as  is  generally  the  fact,  only  on  the  alternate  solid  angles  (as  in  f.  192), 
when  they  are  tetartohedral  /  or,  more  rarely,  right-handed  on  one  solid 
angle,  and  left-handed  on  the  next,  another  kind  of  hemihedral  form ; 
among  them,  in  the  zone  R  :  2-2  :  i,  or  -1  :  2-2  :  i,  there  are  below  2-2 
(f.  192)  the  forms  3-f,  l-f  {o'  f.  192),  6-f  (f.  190,  and  o'''  f.  192),  12-|f,  etc., 
and  many  others  ;  above  2-2,  |-|,  f-f,  |-| ,  f-f ,  |-|  (f.  193),  etc.  ;  (e)  other  tra- 
pezohedrons  bevelling  the  obtuse  edges  of  the  rhomboliedron  i?,  as  |^-3,^-3, 
1-5,  etc. ;  also  (/')  many  trapezoliedrons  in  other  positions ;  the  total 
number  of  different  forms  over  175. 


^AA=111°  17' 
^  A  1=151 13 
^  A  2  =  158  31 
^  A  3  =  165  18 
?^  A  2-2  =  112  2 
^  A  3-1=151 
^  A  14=161  31 


A  6-f =167°  59' 
^A8-f=171  8 
^  A  13-11=171  39 
^  Af-I,  ov.  2-2,  =  125  28 
^•a|-|,  ov.  2-2,  =  118  7 
^A'2;=120 
^A^-f=171  33 


RA-1,  ov.  z,  =  103°  31'. 
^A-1,  adj. ,  =  133  14. 
RAi,  ov.  2-2,  =  11 3  8. 
7?A2-2=151  6. 
^A3  =  155  59. 

A  4=  152  55. 
7?Af-|=175  1. 


Cleai^age  ;  R,  -1,  and  i  very  indistinct :  sometimes  effected  by  plunging 
a  heated  crystal  in  cold  water.    Crystals  either  very  short,  or  very  much 
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elongated,  sometimes  fine  aciciilar ;  nsually  implanted  by  one  extremity  of 
tlie  prism  ;  occasionally  twisted  or  bent  (f.  195).  Prismatic  faces  ^  com- 
monly striated  horizontally  (f  189, 195,  196),  and  thus  distingnishable,  in 
distorted  crystals,  from  the  pyramidal.  Crystals  often  grouped  by  juxtapo- 
sition, not  proper  twins.  Frequently  in  radiated  masses  with  a  surface  of 
pyramids,  or  in  druses  having  a  surface  of  pyramids  or  short  crystals. 

Twins  :  1.  Composition-face,  the  basal  plane  O ;  sometimes  (a)  revolu- 
tion-twins, or  such  as  correspond  to  a  simple  revolution  of  one-half  (made 
by  section  parallel  to  the  base),  00°  or  180°  to  the  right  or  left,  bringing  R 
al)ove  int(^  the  same  vertical  line  with  It  below,  and  revolving  other  planes  in 
a  like  maimer  (in  f.  192  it  would  carry  half  the  gyroidal  planes  to  the  next 
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edge  of  the  prism,  and  half  the  bevelled  edge  to  the  place  of  these  planes"). 
Verv  generally  (b)  pe}->etration-ticins^  tlie  forms  not  corresponding  to  a  reg- 
ular revolution,  bnt  to  an  irregular  interpenetration  of  unlike  parts  of  the 
crystal,  making  -1  to  be  distributed  in  irregular  areas 
over  7i,  and  so  also  R  over  -1,  with  a  similar  irregular 
distrilnition  of  other  planes,  as  .illustrated  in  f.  106,  in 
which  the  imshaded  parts  of  the  pyramidal  laces  are  7?, 
and  the  shaded  parts  are  -1;  crystals  of  quartz  not 
thus  compounded  in  some  part  are  of  ver}"  rare  occur- 
rence. 

Other  twins,  mostly  geniculating,  as  in  f.  1S7,  and 
very  rarely  cruciform  (represented  cruciform  in  f.  107, 
in  order  to  exhibit  the  divergence  of  the  vertical  axes 
[axes  a]  of  the  combined  crystals,  and  other  relative 
characteristics) :  2.  C.-face  or  -1,  f.  19Tb  ;  diverg- 
ence of  axes  a=T6°  26'  (because  the  angle  between  axis 
/i,  and  a  or  -1,  is  38°  13') ;  ia)  simply  geniculating, 
like  either  half  of  19Tb  ;  (h)  a  three-rayed  twin,  con- 
sisting of  a  central  crystal  twinned  to  three  others  by  each  7?  of  one  extrem- 
ity, f.  198a,  b.  3.  Composition  between  B  (or  -1)  and  a  face  of  the  prism, 
2,  f.  19Ta  ;  divergence  of  axes  «  =  33^  13'.  4.  C.-face  f.  19Tc  ;  diverg- 
ence of  axes  115°  10'  (angle  between  axis  a  and  face  of        being  57°  35'; 


observed  only  in  simple  twins.  5.  C.-face  1-2,  or  plane  truncating  edge  of 
pyramid  between  B  and  -1  (a  mode  of  twinning  that  belongs  rather  to  the 
true  hexagonal  system  than  to  the  rhombohedral,  and  showing  that  the 
rhombohedral  character  is  often  crystallogenically  but  feebly  dominant  in 
the  species),  illustrated  in  f.  187  and  197e  ;  divergence  of  axes  <x=8-l:°  44' 
(because  the  angle  between  axis  a  and  the  pyramidal  edge  is  42°  17'); 
observed  in  geniculating  or  juxtaposition  twins  like  f.  187,  and  either  half 
of  195 E  ;  there  are  two  kinds,  one  {a)  in  which  faces  It  are  corres]:)ondent 
in  position  in  the  two  parts  ;  (Ij)  in  which  they  are  not  so.  6.  Composition 
between  the  plane  truncating  edge  of  pyramid  (or  1-2)  and  that  truncating 
edge  of  prism  (or  ^-2j,  f.  19 7d  ;  angle  of  divergence  42°  17'. 

Massive  ;  coarse  or  line  granular  to  flint-like  or  crypto-crystalline.  Some- 
times mammillarv,  stalactitic.  and  in  concretionarv  forms. 

H.  =  7.  G.  =  2-5-2-8  ;  2-6413-2-6541,  Beudant ;  2-663,  De\-ille.  Lustre 
vitreous,  sometimes  inclining  to  resinous  ;  splendent — nearly  dull.  Color- 
less when  pure  ;  often  various  shades  of  yellow,  red,  brown,  green,  blue, 
black.    Streak  white,  of  pure  varieties;  if  impure,  often  the  same  as  the 
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color,  but  much  paler.  Ti'ansparent — opaque.  Fracture  perfect  conclioi- 
dal — subcouclioidal.  Tough — brittle — friable.  Polarization  circular,  tliere 
being  a  colored  centre  instead  of  a  central  cross,  and  the  rings  of  color 
around  enlarging  as  the  analyzer  is  turned  to  the  riglit  in  right-handed  crys- 
tals (f  192),  or  left  in  left-handed  (f.  190)  ;  and  colored  spirals  are  seen, 
which  rotate  to  the  right  or  left,  when  the  incident  light  and  emergent 
light  are  polarized,  one  circularly  and  the  other  plane. 

For  observing  the  polarization,  plates  of  the  crystal  are  cut  at  right  angles  to  the  axis.  In 
twins  the  component  parts  may  be  both  right-handed  or  both  left-handed  (as  in  those  of  Dauphiny 
and  the  Swiss  Alps) ;  or  one  may  be  of  one  kind  and  the  other  of  the  other.  Moreover,  succes- 
sive layers  of  deposition  (made  as  the  crystal  went  on  enlarging,  and  often  exceedingly  thin)  are 
sometimes  alternately  right  and  left-handed,  showing  a  constant  oscillation  of  polarity  in  the  course 
of  its  formation ;  and,  when  this  is  the  case,  and  the  layers  are  regular^  cross-sections,  examined 
In*  polarized  light,  exhibit  a  division,  more  or  less  perfect,  into  sectors  of  I'.O^,  parallel  to  the 
plane  7?.  or  into  sectors  of  60°.  If  the  layers  are  of  unequal  thickness,  there  are  broad  areas  of 
colors  without  sectors.  In  f  199  (by  Descloizeaux,  from  a  crystal  from  the  Dept.  of  the  Audo).  half 
of  each  sector  of  60°  is  right-handed,  and  the  other  half  left  (as  shown  by  the  arrows',  and  the  dark 
radii  are  neutral  bands  produced  by  the  overlapping  of  layers  of  the  two  kinds.    In  f  2o0,  from  a 


crystal  of  amethyst  (also  by  Descloizeaux),  the  alternate  white  and  black  lines  in  each  banded  sector 
are  due  to  alternate  right  and  left-handed  layers,  parallel  to  R.  The  fact  of  a  structure  in  layers 
is  easily  made  manifest  by  means  of  fluoric  acid,  it  corroding  successive  layers  unequally.  The 
asteriated  internal  structure  is  often  apparent  in  an  asteriated  arrangement  of  shades  of  color  or 
of  degrees  of  transparency.  Biaxial  yolarization  is  sometimes  a  consequence  of  the  composite 
structure  (as  in  crystals  from  Euba,  near  Schemnitz). 

In  crystals,  the  planes  R  and  —1,  when  not  distinguishable  by  different  degrees  of  lustre, 
smoothness,  or  striation,  may  be  by  etching  with  fluoric  acid,  this  process  going  on  unequally  in 
the  two  directions  and  producing  a  difference  of  surface,  besides  often  developing  the  layers  that 
were  superim.posed  in  the  growth  of  the  crystal,  alluded  to  above. 

For  papers  on  cryst.  of  quartz,  see  "Weiss,  Mag.  Ges.  nat.  Fr.,  Berlin,  vii.  163;  Haidinger, 
Brewster's  J,  i.  322,  1824;  G.  Rose,  Ber.  Ak.  Munchen,  1844,  Pogg.,  Ixii.  325.  Descloizeaux, 
Mem.  Crist  Quartz.  Ann.  Ch.  Phys..  xlv.  129,  1855,  and  Mem.  Acad.  Sci.,  xv.  404,  4to.  185s;  Q 
Sella,  R.  Acad.  Sci.  Torino,  8vo,  1856,  and  Studii  Min.  Sarda,  4to,  Torino,  1856;  ^'ebsky,  Pogg, 
xcix.  296,  18:j6,  ZS.  G.,  xvii.  848,  Ls65;  Lang,  Pogg.,  c.  351,  1857;  Hessenberg,  Min.  Xot.,  1  11, 
ii  3.  Jenzsch,  Pogg.,  cxxx.  597,  from  whom  figs.  195A — F  are  taken.  F.  Leydolt  on  the  struc- 
ture of  quartz  crystals  as  developed  by  means  of  fluoric  acid,  Ber.  Ak.  "Wien,  xv.  59,  1855. 

Comp.— Pure  silica,  or  Si=Oxygen  53-33.  silicon  46-67  =  100.  In  massive  varieties.  Often 
mixed  with  a  little  opal-silica.  Impure  varieties  contain  oxyd  of  iron,  carbonate  of  lime,  clay, 
sand  and  various  minerals.  Quartz-sihca  has  been  supposed  to  be  insoluble  in  a  hot  solution  of 
potash,  and  to  be  thus  distinguishable  from  opal-silica.  But  since  the  investigations  of  Rammels- 
berg  (Pogg.,  cxii.  177 )  it  has  been  questioned  w^hether  in  a  very  finely  divided  state,  and  especially 
Buch  as  constitutes  the  compact  (cryptocryslalliue)  chalcedony  or  flint,  it  is  not  more  or  less 
soluble.  Rammelsberg  subjected  a  number  of  kinds  of  quartz  tq..tlie  action  of  a  hot  potash 
solution,  and  the  following  are  part  of  his  results ;  under  ign.  and  S  the  fx)tal  loss  is  given,  and 
then,  iu  brackets,  the  part  from  drying  over  sulphuric  acid : 


199 


200 


R 


QUARTZ. 


193 


Loss  by  ign.  and  S, 

Dissolved  by  potash. 

Titreous  massive  quartz,  Querbach 

0-27 

5    —  7  75  p.  c 

Gray  hornstone,  Schneeberg 

2-35 

"0-45' 

12-82—15  " 

Agate,  Saxony,  G.  2  GG1 

0-39 

0  1 3" 

2  43  " 

Chalcedouy,  Faroe,  G.  2  624 

"          Hungary,  G.  2  503 

0-59 

"o-2r 

7-2  —20-1  " 

2  60 

^1-17' 

22     —93-88  " 

Chrysoprase.  Silesia,  G.  2 -Go 5 

1-88 

"0-59 

7-36— 50-59  " 

Flint,  G.  2-62,  2  63 

1-40 

0-20' 

20  2  —73-4  " 

From  the  high  specific  gravity  of  kinds  affording  a  large  percentage  of  sohible  silica,  it  appears 
that  the  soluble  silica  is  not  all  amorphous  or  opal-silica.  Jenzsch  has  announced  (Pogg.,  cxxvi. 
4r»T)  that  there  is  a  second  modification  of  amorphous  silica,  distinct  from  opal,  and  hitherto 
unrecognized  (see  under  Opal),  having  G.  =  2*6,  like  quartz.  This  suggests  an  explanation  of  the 
above.  But  the  hyalite  variety  of  opal,  having  G.=:2'18o,  gave  Eammelsberg  9*6  to  19*9  p.  e  of 
insoluble  silica.  To  explain  this  fact  by  the  same  method  still  another  modification  of  silica  would 
be  required — an  insoluble  kind,  havmg  the  low  specific  gravity  of  opaL 

Pyr.,  etc. — B.B.  alone  unaltered.  "With  soda  dissolves  with  efiervescence ;  unacted  upon  by 
salt  of  phosphorus.    Soluble  only  in  fluohydric  acid. 

Var. — 1.  Crystalhzed  (phenocrystaUine),  vitreous  in  lustre.  2.  Flint-like  massive,  or  crypto- 
crystalline.  The  first  division  includes  all  ordinary  vitreous  quartz,  whether  having  crystalline 
faces  or  not.  The  varieties  under  the  second  are  in  general  acted  upon  somewiiat  more  by 
attrition,  and  by  chemical  agents,  as  fluoric  acid,  than  those  of  the  first.  In  all  kinds  made  up 
of  layers,  as  agate,  successive  layers  are  unequally  eroded. 


'      A.  Phexoceystalltxe  oe  Vitreous  Varieties. 

1.  Ordinary  Crystallized ;  Bock  Crystal.  Colorless  quartz,  or  nearly  so,  whether  in  distinct  crys- 
tals or  not.    (a)  Regular  crystals,  or  limpid  quartz;  {h)  right-handed  crystals;  (c)  left-handed ; 

(d)  cavernous  crystals,  having  deep  cavities  parallel  to  the  faces — occasioned  by  the  interference 
of  impurities  during  their  formation ;  (e)  cap-quartz,  made  up  of  separable  layers  or  caps,  due  to 
the  deposit  of  a  little  clayey  material  at  intervals  in  the  progress  of  the  crystal ;  (/)  drusy  quartz, 
a  crust  of  small  or  minute  quartz  crystals ;  (g)  radiated  quartz,  often  separable  into  radiated  parts 
having  pyramidal  terminations;  (h)  fibrous,  rarely  delicately  so,  as  a  kind  from  Orange  river,  near 
Cape  of  Good  Hope. 

2.  Asteriated;  Star-quartz  (Stern-quartz  Germ.).  Containing  -^ithin  the  crystal  whitish  or 
colored  radiations  along  the  diametral  planes.  Part  if  not  aU  asteriated  quartz  is  asteriated  in 
polarization,  as  above  described. 

3.  Aiiieihystine ;  Amethyst  [A  fit  Hamv  Theophr.^  etc.).  Clear  purple,  or  bluish-violet.  The  color 
is  supposed  to  be  due  to  manganese.  But  Heintz  obtained  in  an  analysis  of  a  Brazilian  specimen, 
besides  silica,  0-^tl^7  oxyd  of  iron,  0*6236  lime.  0"0133  magnesia,  and  0  0418  soda;  and  he  con- 
siders the  color  owing  to  a  compound  of  iron  and  soda.  The  structure  is  composite,  as  illustrated 
in  f.  199,  200,  and  the  shade  of  violet  is  usually  deepest  parallel  to  the  planes  R. 

4.  Rose.  Rose-red  or  pink,  but  becoming  paler  on  exposure.  Common  massive,  and  then 
usually  much  cracked.  Lustre  sometimes  a  httle  greasy.  Fuchs  states  that  the  color  is  due  to 
titanic  acid;  he  found  1  to  li  p.  c.  in  specimens  from  Rabensteiu,  near  Bodenmais.  It  may 
come  in  part  from  manganese. 

5.  Yelloiv ;  False  Topaz.  Yellow  and  peUucid,  or  nearly  so  ;  resembling  somewhat  yellow  topaz, 
btit  very  different  in  crystallization  and  in  absence  of  cleavage. 

6.  SinoJcy,  Cairngoriii  Stvn'i  (Mormorion  PUn..  xxxvii.  63).  Smoky-yellow  to  smoky-brown, 
and  often  transparent;  but  varying  to  brownish-black,  and  then  nearly  opaque  in  thick  crystals. 
The  color  is  probably  due  to  titanic  acid,  as  crystals  containing  rutile  are  usually  smoky.  Called 
cairngorms  from  the  locality  at  Cairngorum,  S.W.  of  Banff,  in  Scotland. 

7.  Milky.    Milk-white  and  nearly  opaque.    Ltistre  often  greasy,  and  then  called  greasy  quartz. 

8.  Siderite,  or  Sapphire-quartz.  Of  indigo  or  Berhu-blue  color;  a  variety  occurring  in  an 
impure  limestone  at  GoUing  in  Saltzburg. 

9.  Sageniiic.  Containing  within  acicular  crystals  of  other  minerals.  These  acicular  crystals 
are  most  commonly  (a)  ruiile^  the  mineral  called  from  such  specimens  sagenite  (fr.  ryayr]  n,  a  net)  by 
de  Saussure  (see  under  Rutile).   They  may  also  be  {b}  black  tourmaline ;  (c)  gothitc ;  {d}  stibnite ; 

(e)  asbestus;  (/)  actinolite;  (^)  hornblende ;  (/i)  epidote. 

10.  Cat's  Eye  (Katzenauge  Germ.,  CEil  de  Chat  Fr.).  Exhibiting  opalescence,  but  without  pris- 
matic colors,  especially  when  cut  en  cabochon,  an  effect  due  to  fibres  of  asbestus. 

1 1.  Aventurine.    Spangled  with  scales  of  mica  or  other  mineral. 

12.  Impure  from  the  presence  of  distinct  rninerals  distributed  densely  through  the  mass.  The 
more  common  kinds  are  those  in  which  the  impurities  are :  (a)  ferruginous.,  either  red  or  yeUow 
oxyd  of  iron;  (&)  chloritic,  some  kind  of  chlorite;  (c)  actinoliiic;  (d)  micaceous;  (e)  arenaceous,  of 
sand. 
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Quartz  crystals  also  occur  penetrated  by  various  minerals,  as  topaz,  corundum,  chrysoberyl 
garnet,  dilVerent  species  of  llie  liornbiende  and  pyroxene  groups,  kyanite,  zeolites,  calcite  and 
other  carbonates,  rutile,  stibnite,  hematite,  gothite,  magnetite,  fluorite,  gold,  silver,  anthracite, 
etc.  As  quartz  has  been  crystallized  through  the  aid  of  hot  waters  or  of  steam  in  all  ages  down 
to  the  present,  and  is  the  most  common  ingredient  of  rocks,  there  is  good  reason  why  it  should 
be  found  tlius  the  enveloper  of  other  crystals. 

lo.  Containing  liquids  in  caviiics.  These  liquids  are  seen  to  move  with  the  change  of  position 
of  the  crystal,  provided  an  air-bubble  be  present  in  the  cavity ;  they  may  be  detecied  also  by  the 
refraction  of  UghL.  The  liquid  is  either  water  (pure,  or  a  mineral  solution),  or  some  petroleum-hke 
or  other  compound.    (See  p.  761.) 


B.  Cryptocrystalline  Varieties. 

1.  Chalcedony  (Murrhina  Plin.^  xxxvii.  7.  lamrn  pt.  Tlieophr.  laspis  pt.  PUn.,  xxxvii.  37 
Murrhina,  Germ.  Chalcedonius,  Agric,  466,  1546,  Chalcedon,  Achates  vix  pellucida,  nebulosa, 
colore  griseo  mixta.  Wall.,  83,  1747.  Oalcedoine  Fr.).  Having  the  lustre  nearly  of  wax,  and 
either  transparent  or  translucent.  Color  white,  grayish,  pale-brown  to  dark-bro\^^l,  black; 
tendon-color  common;  sometimes  delicate  blue.  Also  of  other  shades,  and  then  having  other 
names. 

Often  manimillary,  botryoidal,  stalactitic,  and  occurring  lining  or  filling  cavities  in  rocks.  It 
is  true  quartz,  with  some  disseminated  opal-quartz,  A  gray  chalcedony  from  Hungary  afforded 
Eedtenbacher  (Ramm,  Min,  Ch.,  1007)  Si  98-87,  3Fe  0-53,  Ca'C  ()-62=  1 00-02. 

2.  Carnelian  (i^-i  Si^iv  Theojjhr.  iSarda  Flin.,  xxxvii.  23,  i(i.=  Germ.  Carneol,  Agric,  468,  1546. 
Carneol,  Agates  fere  pellucida,  colore  rubescente,  Wall.,  82,  1747.  Cornaliue  Fr.).  A  clear  red 
chalcedony,  pale  to  deep  in  shade;  also  brownish-red  to  brown,  the  latter  kind  (Sardoine  i^r.) 
reddish-brown  by  transmitted  light. 

Heintz  found  that  the  red  color  was  due  to  oxyd  of  iron,  obtaining  in  an  analysis  Fe  0-050  p.  c, 
Al  0-081,  Mg  0-028,  K  0-0043,  Xa  0-075.    It  has  been  supposed  to  be  of  organic  origin. 

3.  Cltrijso2Jra.^e  (not  Clirysoprasus  ardiq.).  An  apple-green  chalcedony,  the  color  due  to  the 
presence  of  oxyd  of  nickel.  Klaproth  found  in  that  of  Silesia  (Beitr.,  ii.  127)  Si  96-16,  Al  0-08,  Fe 
0-ij8,  Ni  1-0,  Oa  0  83,  11  1-85=  lUO;  and  Rammelsberg,  in  the  same  (Pogg.,  cxii.  1^8),  Si  97*00, 
3Fe,  Xi  (r41,  Ca,  Mg  0-51,  H  2-08. 

4.  Pra.se.  Translucent  and  dull  leek-green;  so  named  fiom  Trparxoi',  a  leek.  Always  regarded  as 
a  stone  of  little  value.  The  name  is  also  given  to  crystalline  quartz  of  the  same  color.  "  Vilioris 
est  turbffi  Prasius  "  says  Pliny. 

5.  Plasma  (laspis  pt.  Plin.,  xxxvii.  37).  Rather  bright-green  to  leek-green,  and  also  sometimes 
nearly  emerald-green,  and  subtranslucent  or  feebly  translucent ;  sometimes  dotted  with  white, 

IMiotrope,  or  Biood-sioue,  is  the  same  stone  essentially,  with  small  spots  of  red  jasper,  looking 
like  drops  of  blood. 

The  laspis,  or  jasper  of  the  ancients,  was  a  semitransparent  or  translucent  stone,  and  included 
in  Pliny's  time  all  bright-colored  chalcedony  excepting  the  carnelian  (Sard).  He  gives  si^ecial 
prominence  to  sky-blue  and  green,  and  mentions  also  a  shade  of  purple  (the  color  of  the  best,  he 
says),  a  rose  color,  the  color  of  the  morning  sky  in  autumn,  sea-green,  terebeuthiue  color  (yellow 
like  turpentine,  as  interpreted  by  King),  smoke-color  (his  capnias),  etc. ;  but  in  general  there  is  a 
tinge  of  blue,  whatever  the  shade.  The  green  kinds  may  have  been  chrysoprase  or  plasma;  or 
perhaps  a  variety  of  jade,  a  stone  known  in  Europe  since  the  Stone  age.  The  green,  with  a  line 
running  through  it  (^Monogrammos),  may  have  been  plasma,  or  jade,  with  a  narrow  seam  of 
white  quartz. 

Pliny's  Prasius,  spotted  with  red,  was  our  heliotrope ;  his  Heliotrope  (xxxvii.  60)  was  a  leek- 
green  stone  (prase  or  plasma)  veined  with  blood-red  (jasper);  and  the  jasper  was  so  abundant 
a  part  as  to  give  a  general  red  reflection  to  the  whole  when  it  was  put  in  water  in  the  face  of  the 
sun,  whence  the  name  from  f'iAios,  sun,  and  rpt-M,  to  turn. 

6.  Agate  ('\x"^''>  [fr-  Sicily]  Theophr.  Achates  pt.  Plin.,  xxxvii.  54.  Onyx  pt.  P(in.,  ib., 
24).  A  variegated  chalcedony.  The  colors  are  either  {n)  banded;  or  (/i)  in  clouds  ;  or  (;)  d-ae  to 
visible  impurities. 

a.  Banded.  The  bands  are  delicate  parallel  lines,  of  white,  tendon-like,  wax-like,  pale  and  dark 
brown,  and  black  colors,  and  sometimes  bluish  and  other  shades.  They  follow  waving  or  zigzag 
courses,  and  are  occasionally  concentric  circular,  as  in  the  eye-agate  {Leucophthalmus  Plin,,  xxxvii. 
62,  and  Triophthalmus  ib.,  7 1).  The  fine  translucent  agates  graduated  into  coarse  and  opaque  kinds. 
The  bands  are  the  edges  of  layers  of  deposition,  the  agate  having  been  formed  by  a  deposit  of 
silica  from  solutions  intermittently  supphed,  in  irregular  cavities  in  rocks,  aud  deriving  their  con- 
centric waving  courses  from  the  irregularities  of  the  walls  of  the  cavity.  As  the  cavity  cannot 
contain  enough  of  the  solution  to  fill  it  with  silica,  an  open  hole  has  been  supposed  to  be  retained 
on  one  side  to  permit  the  continued  supply ;  but  it  is  more  probable  that  it  passes  through  the  outer 
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layers  by  osmosis,  the  denser  solution  outside  thus  supplying  silica  as  fast  as  it  is  deposited  with- 
in. The  colors  are  due  to  traces  of  organic  matter,  or  of  oxyds  of  iron,  raauganese,  or  titanium, 
and  largely  to  dillerenees  in  rate  of  deposition.  The  layers  differ  in  porosity,  and  therefore  in  the 
rate  at  wliich  they  are  etched  by  fluoric  acid ;  and  consequently  the  etching  process  brings  out 
the  dilferent  layers,  and  makes  engravings  that  will  print  exact  pictures  of  the  agate.  Owing  also 
to  the  unequal  porosity,  agates  may  be  varied  in  color  by  artificial  means.  _ 

A  brown  banded  agate  alforded  Redtenbacher  (Ramm.  Min.  Ch.,  1007)  Si  98-91,  IPe  0-72,  Ca  0 
0-;5 1  =  99-94. 

(i.  Irregularly  clouded.    The  colors  various,  as  in  banded  agate. 

A  whitish  clouded  var.  (a)  is  probably  the  Leucachates  Phn.  (fr.  Acv^co?,  lohite) ;  (6)  a  wax-colored, 
his  Ctracliaies  (fr.  ce/-a,  ioax\  a  name  that  may  have  been  applied  also  to  ordinary  wax-colored 
chalcedony,  as  the  stone  was  one  in  little  repute  ;  (c)  a  reddish,  his  Sardachates^  or  carnelian-agate. 
The  last  probably  included  also  banded  kinds.  Hemachatece  (fr.  <n/ja,  blood)  was  probably  a  true 
light-colored  agate,  blotched  with  red  jasper,  "blushing  with  spots  of  blood,''  as  says  Solinua 
(King,  p.  2U7),  of  whicli  there  are  very  beautiful  kinds,  and  not  simple  red  jasper.  lasimchates 
must  have  been  an  agate  in  which  bluish  and  greenish  shades  (laspis)  predominated.  These 
names  are  given  by  Pliny  without  accompanying  descriptions. 

y.  G)hr-i  dai  t)  n^M-  iiiiivhrities.  {a)  JIm-a/ate,  or  Jlocha-sione,  filled  with  brown  moss-hke  or 
dendritic  forms  distributed  through  tlie  mass.  (6)  Drndritic  Agate,  containing  brown  or  black 
dendritic  markings.    These  two  are  the  DeadracJiates  Plin.  (fr.  6  vioov,  a  tree). 

There  is  also  ().  Agatiztd  wood. :  wood  petrified  with  clouded  agate. 

7.  Onyx  [\^v^•xlov  Theophr.  Cnyx  pt.  [rest  agate,  stalagmite,  q.  v.]  Plin.,  xxxvii.  24)  Like 
agate  in  consisting  of  layers  of  different  colors,  but  the  layers  arc  in  even  planes,  and  the  banding 
onerefore  straight,  and  hence  its  use  for  cameos,  the  liead  being  cut  in  one  color,  and  another 
serving  lor  the  background.  The  colors  of  the  beit  are  perfectly  well  defined,  and  either  white 
and  black,  or  white,  brown  and  black  alternate. 

8.  Sardonyx  (Plin.,  xxxvii.  23).  Like  onyx  in  structure,  but  includes  layers  of  carnelian 
(sard)  along  with  others  of  white  or  whitish,  and  brown,  and  sometimes  black  colors. 

9.  Aijoit-Jo.^M::r.    An  agate  consisting  of  jasper  with  veinings  and  cloudings  of  chalcedony. 

10.  Sillciou>>  sinter.  Irregularly  cellular  quartz,  formed  by  deposition  from  waters  containing 
silica  or  soluble  silicates  in  solution. 

11.  Fiint  (cilex  pt.  P/?>?.,  Feuerstein  Germ.).  Somewhat  alhed  to  chalcedony,  but  more  opaque, 
and  of  dull  colors,  usually  gray,  sinok3'-bro\vn,  and  brownish-black.  The  exterior  is  oftf^n  whitish, 
from  mixture  with  lime  or  chalk,  in  which  it  is  imbedded.  Lustre  barely  glistening,  subvitreous. 
Breaks  with  a  deeply  conchoidal  fracture,  and  a  sharp  cutting  edge.  The  flint  of  the  chalk  forma- 
tion consists  largely  of  the  remains  of  infusoria  (Diatoms),  sponges,  and  other  marine  productions. 
The  silica  of  flint,  according  to  Fuchs,  is  partly  soluble  silica.  See  on  this  point  p.  194. 
There  is  usuaUy  one  per  cent,  or  so  of  alumina  and  peroxyd  of  iron,  with  one  or  two  of  water. 
The  coloring  matter  of  the  common  kinds  is  mostly  carbonaceous  matter. 

12.  //o/vwto/^e  (Silex  pt.,  Ptin.,  Hornstein  Germ.).  Resembles  flint,  but  more  brittle,  the  frac- 
ture more  sphntery.  Ghert  is  a  term  often  applied  to  hornstone,  and  to  any  impure  flinty  rock, 
including  the  jaspers.  A  gravish  chalcedonic  hornstone  from  Marienbad  afforded  Kersten  Si  90*30, 
Al  o-lC,  Fe  1-73,  Mg  1-28,  Cu  0-9-J-,  Xa  and  K  0  70,  H  1-95  (Jahrb.  Min.,  1845.  65(i). 

13.  Basanite,  Lydian  Stone,  or  'JoiLclistone  (Lapis  Lydius  Plin.,  xxxiii.  43,  ?  Basanites  id,  xxxvi. 
11).  A  velvet-black  siliceous  stone  or  flinty  jasper,  used  on  account  of  its  hardness  and  black 
color  for  trying  the  purity  of  the  precious  metals.  The  color  left  on  the  stone  after  rubbing  the 
metal  across  it  indicates  to  the  experienced  eye  the  amount  of  alloy.  It  is  not  splintery  hke 
hornstone.  It  passes  into  a  compact,  fissile,  siliceous,  or  flinty  rock,  of  grayish  and  other  colors, 
cahed  siliceous  slate,  and  also  Phthanyte ;  and  then  resembles  ordinary  jasper  of  grayish  and  other 
shades,  especially  the  banded  jaspers. 

14.  Jasper.  Impure  opaque  colored  quartz,  (a)  Red  (Hsematitis  Plin.,  xxxvii.  c.  60,  not  his 
Haematites),  sesquioxyd  of  iron  being  the  coloring  matter,  {h)  Brownish,  or  ochre  yelloio,  colored 
by  hydrous  sesquioxyd  of  iron,  and  becoming  red  when  so  heated  as  to  drive  oft"  the  water,  (c) 
Dark  green  and  brownish-green,  {d)  Grayi.-h-blue.  (e)  Blackish  or  brownish-black.  (/)  Striped 
ov  riband  jasptr  {Yjn\\(lyAQ])\s>  Germ.),  having  tlie  colors  in  broad  stripes,  {g)  Egyptian  jasper,  in 
nodules  which  are  zoned  in  brown  and  yellowish  colors. 

Porcela  in  jasper  is  nothing  but  baked  clay,  and  diSers  from  true  jasper  in  being  B.B.  fus^'ble  on 
the  edges,  lied  porphyry,  or  its  base,  resembles  jasper,  but  is  also  fusible  on  the  edges,  being 
usually  an  impure  feldspar. 

C.  Besides  the  above  there  are  also : — 

1.  Granular  Quartz,  or  Quartz-rock.  A  rock  consisting  of  quartz  grains  very  firmly  compacted  ; 
the  grains  often  hardly  distinct.  2.  Quartzose  Sandstone.  3.  Quartz-conglomerate.  A  rock  made 
of  pebbles  of  quartz  with  sand.  The  pebbles  sometimes  are  jasper  and  chalcedony,  and  make  a 
''.eautiful  stone  when  polished.    4.  Itacoluraite,  or  Flexible  Sandstone.    A  friable  sand-rock,  cou 
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sitting  mainly  of  qnartz  sand,  but  containing  a  little  talc,  and  possessing  a  degree  of  fiexi 
bility  when  in  thin  laminae.  5.  Bulirstone.  A  cellular,  flinty  rock,  having  the  nature  in  part  of 
coarse  chalcedony. 

6.  Pseudomorphous  QuaHz.  Quartz  appears  also  under  the  forms  of  many  of  the  mineral  species, 
which  it  has  taken  through  either  the  alteration  or  replacement  of  crystals  of  those  species.  The 
most  common  quartz  pseudomorphs  are  those  of  culcite,  barite,  fluorite,  and  siderite.  (a)  Tahulai 
q>'ariz  consi.^ts  of  intersecting  plates  of  quartz,  and  is  probably  a  result  of  the  quartz  being  depos- 
ited among  intersecting  plates  of  other  mhierals,  as  barite.  (b)  Ilaytoriie  of  C.  Tripe  (Phil.  Mag.,  i. 
40.  1827)  is  a  pseudomorph  after  datholite.  (c)  Beckite  Duf.  is  a  pseudomorph  after  coral,  chalce- 
donic  in  character,  from  Devonshire.  England;  it  contains  some  of  the  carbonate  of  lime  of  the 
original  coral  (Church,  Phil.  Mag.,  IV.  xxiii.  95 1.  {d)  i?a&e?-57/arte  is  quartz  which  has  impressions 
of  cubes  of  fluor,  arising  from  its  having  been  deposited  over  the  crystals,  (e)  SiUcified  shells  are 
proper  pseudomorphs  in  quartz;  they  occur  through  many  rock  strata,  including  limestones.  (/) 
»S<7//;//?eft' ?'.oo6Z  is  quartz  pseudomorph  after  wood.  The  texture  of  the  original  wood  is  usually 
well  retained,  it  having  been  formed  by  the  deposit  of  silica  from  its  solution  in  the  cells  of  the 
wood,  and  finally  taking  the  place  of  the  walls  of  the  cells  as  the  wood  itself  disappeared. 

Pyr.,  etc. — B.B.  unaltered;  with  borax  dissolves  slowly  to  a  clear  glass  ;  with  soda  dissolves 
with  effervescence ;  unacted  upon  by  salt  of  phosphorus.  Insoluble  in  muriatic  acid,  and  only 
slightly  acted  upon  by  solutions  of  fixed  caustic  alkahes.  When  fused  and  cooled  it  becomes  opal- 
silica,  having  G.  =  2-2. 

Obs. — Quartz  occurs  as  one  of  the  essential  constituents  of  granite,  syenite,  gneiss,  mica  schist, 
and  many  related  rocks:  as  the  principal  constituent  of  quartz-rock  and  many  sandstones  ;  as  an 
unessential  ingredient  in  some  trach^^te,  porphyry,  etc. ;  as  the  vein-stone  in  various  rocks,  and 
for  a  large  part  of  mineral  veins  :  as  a  foreign  muieral  in  the  cavities  of  trap,  basalt,  and  related 
rocks,  some  limestones,  etc.,  making  geodes  of  crystals,  or  of  chalcedony,  agate,  carnelian,  etc. ; 
as  imbedded  nodules  or  masses  in  various  limestones,  constituting  the  tlint  of  the  chalk  formation, 
the  hornstone  of  other  limestones  —these  nodules  sometimes  becoming  continuous  layers ;  as 
masses  of  jasper  occasionally  in  hmestone.  It  is  the  principal  material  of  the  pebbles  of  gravel 
beds,  and  of  the  sands  of  the  sea-sliore  and  sand  beds  everywhere.  It  is  reported  by  G.  Rose  as 
occurring  in  the  meteorite  of  Xiquipulco  (Pogg.,  cxiii.  184). 

Silica  also  occurs  in  solution  (but  mostly  as  a  soluble  alkaline  gilicate)  in  heated  natural  waters, 
a<<  those  of  the  G-eysers  of  Iceland,  Xew  Zealand,  and  California,  and  very  sparingly  in  many  cold 
nunoral  waters. 

Switzerland,  Dauphiny,  Piedmont,  the  Carrara  quarries,  and  numerous  other  foreign  localities, 
atYord  fine  specimens  of  rock  crystal.  The  most  beautiful  amethysts  are  brought  from  India, 
Ceylon,  and  Persia,  where  they  occur  in  geodes,  and  as  pebbles;  inferior  specimens  occur  in 
Transylvania,  in  large  crystalline  groups ;  in  the  vicinity  of  Cork,  and  on  the  island  of  ^fay, 
Ireland.  The  false  topaz  is  met  with  in  Brazil.  Fose  quartz  occurs  in  a  vein  of  manganese,  trav- 
ersing the  granite  of  Rabenstein.  near  Zwiesel  in  Bavaria.  Prase  is  found  in  the  iron  mines  of 
Breitenbrunn.  near  Schwartzemberg  in  Saxony;  and  in  Brittany,  near  Nantes  and  Rennes.  The 
amygdaloids  of  Iceland  and  the  Faroe  Islands,  afford  magnificent  specimens  of  chalcedony ;  also 
Hiittenberg  and  Loben  in  Carinthia,  etc.  A  smalt-blue  variety,  in  cubical  crystals  (pseudomorphs 
of  fluorite  \  occurs  at  Treszytan,  in  Transylvania.  The  finest  carnelians  and  agates  are  found  in 
Arabia,  India,  Brazil,  Surinam,  Oberstein,  and  Saxony.  Scotland  affords  smaller  but  handsome 
specimens  (Scotch  pebbles).  Chrysoprase,  at  Kosemutz  in  Silesia.  Aventunne  quartz,  at  Cape  de 
G-ata  in  Spain.  Cafs  eye,  in  Ceylon,  the  coast  of  Malabar,  and  also  in  the  Harz  and  Bavaria. 
PiOrWia,  in  India  and  China,  whence  it  is  usuaUy  brought  in  the  form  of  beads.  Hdiotrope,  in 
Bueharia,  Tartary,  Siberia,  and  the  island  of  Rum  in  the  Hebrides.  Float  stone,  in  the  chalk  for- 
mation of  Meuil  Montant,  near  Paris,  and  in  some  of  the  Cornish  mineg.  The  banks  of  the  Xile 
afl'ord  the  Egyptian  jasper  ;  the  striped  jasper  is  met  with  in  Siberia,  Saxony,  and  Devonshire.  A 
ydlovj  jasper  is  found  at  Vourla,  bay  of  Smj-rna,  in  a  low  ridge  of  limestone,  to  the  right  of  the 
watering-place,  between  the  harbor  and  the  high  hills  back ;  it  is  associated  with  opal,  chryso- 
prase, and  hornstone,  and  these  minerals  seem  to  occupy  in  the  limestone  the  place  of  hornstone, 
which  is  found  in  various  parts  of  the  adjoining  country,  and  also  at  Napoli  di  Romania  in  Greece. 
The  plains  of  Argos  are  strewn  with  pebbles  of  red  jasper.  A  variety  of  sandstone  occurs  hi  thin 
layers  at  YiUa  Rica.  Brazil,  remarkable  for  its  flexibility;  a  similar  flexible  sandstone  occurs  in  the 
North  CaroUna  gold  region. 

In  Now  York,  quartz  crystals  are  abundant  in  Herkimer  Co.,  at  Middleville,  Little  Falls,  Salis- 
bury, and  Newport,  loose  in  cavities  in  the  Calciferous  sand-rock,  or  imbedded  in  loose  earth,  and 
soniL'times,  according  to  Beck,  in  powdered  anthracite.  Fine  dodecahedral  crystals,  at  the  beds 
of  specular  iron  in  Fowler,  Herman,  and  Edwards,  St.  Lawrence  Co.  In  Gouverneur,  crystals, 
with  tourmaline,  etc.,  in  limestone,  which  have  rounded  angles  as  if  they  had  been  partially  fused. 
On  the  banks  of  Laidlaw  lake,  Rossie,  large  implanted  crystals.  The  Sterling  ore  bed,  Antwerp, 
Jttlerson  Co.,  interesting  dodecahedral  crystals.  4  m.  E.  of  Warwick,  crystals  presenting  the 
rhoiiibohedral  form,  in  jasper    At  Palatine,  Montgomery  Co.,  crystals,  having  one  end  terminated 
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with  the  usual  pyramid,  while  the  other  is  rounded  and  smooth.  Diamond  Rock,  near  Lan-in.c:- 
biii  gh,  an  old  but  poor  locality.  At  Ellenville  lead  mine,  Ulster  Co.,  in  elegant  groups.  At  Diamond 
island  and  Diamond  Point,  Lake  George,  quartz  crystals,  as  in  Herkimer  Co.  In  Mass.,  crystals 
with  unusual  modifications,  sparingly  at  the  Charlestown  syenite  quarry,  ono  of  which  from  tlit 
cabinet  of  Mr.  J.  E.  Tescheniaclier  i:^  represented  in  f.  ld?>.  It  has  the  adjacent  planes  2-2  and 
3-1  uneven,  and  —  ^  with  a  triangular  furrow  but  sharp  edges  ;  the  rest  arc  lustrous  ;  with  the  re- 
flective goniometer,  reflecting  the  sun's  rays,  R  Av^  =  175  \  Pelham  and  Chesterfield,  Mass.,  Paris 
and  Perry.  Me.,  Benton,  N.  H.,  Sharon,  Vt.,  and  Meadow  Mount,  Md.,  are  other  localities  or(|iiartz 
crystal.  Near  Quebec,  fig.  191,  and  other  crystals  similar,  but  the  inverse.  At  Chesterfield,  Mass., 
small  unpolished  7'JiomboJiedrons,  in  granite.  At  i'aris,  Me.,  handsome  crystals  of  brown  or  smoky 
quartz.  Tn  large  crystals,  often  perfect  and  weighing  several  pounds,  at  Minnesota  mine,  Lake 
Superior,  occasionally  enveloped  in  metallic  copper,  as  if  cast  around  the  crystals.  Drusy  (luartz, 
of  brown,  apple-green,  and  other  tints,  at  Newfane,  Vt.  Por  other  localities,  see  the  catalogue  of 
localities  in  the  latter  part  of  this  volume. 

Iiose  quariz,  at  Albany,  and  Paris,  Me.,  Acworth,  N.  H,,  "Williamsburg.  Mass.,  Southbury,  Conn., 
and  Port  Henry,  Essex  Co.,  N.  Y. ;  smoky  quartz^  at  Gosheu,  Mass..  Richmond  Co.,  N.  Y.,  etc. ; 
amethyst,  in  trap,  at  Keweenaw  Point,  Pic  bay,  and  Gargontwa,  on  Lake  Superior ;  also  in  the 
same  rock  at  Bristol,  Rhode  Island,  and  sparingly  throughout  the  trap  region  of  Massachusetts  and 
Connecticut;  in  Surry,  New  Hampshire;  in  Pennsylvania,  in  East  Bradford,  Aston,  Chester,  and 
Providence  (one  fine  crystal  over  7  lbs.  in  weight),  in  Chester  Co. ;  very  handsome  at  the  Prince 
vein,  Lake  Superior,  but  now  hardly  obtainable,  as  the  mine  is  not  worked ;  also  very  large  fine 
crystals,  near  Greensboro,  N.  C.  Crj-stallized  green  quartz,  in  talc,  at  Providence,  Delaware  Co., 
Penn. ;  at  EllenviUe,  N.  Y.,  with  chlorite.  Chalcedony  and  agates  of  moderate  beauty,  in  the 
same  trap  region ;  more  abundantly  about  Lake  Superior,  the  Mississippi,  and  the  streams  to  the 
west ;  at  Natural  Bridge,  Jefferson  Co.,  N.  Y. ;  about  the  Willamet,  Columbia,  and  other  river  j 
in  Oregon;  abundant  and  beautiful  on  N.  W.  shore  of  Lake  Superior.  Belmont's  lead  mine,  St. 
Lawrence  Co.,  N.  Y.,  has  afforded  good  chalcedony  and  chrysoprase,  associated  with  calcite.  Red 
jasper  is  found  on  Sugar  Loaf  Mt,  Maine;  in  pebbles  on  the  banks  of  the  Hudsou  at  Troy; 
yellow,  with  chalcedony,  at  Chester,  Mass. ;  red  and  yellow,  near  Murphy's,  Calaveras  Co.,  Cal. 
Heliotrope  occupies  veins  in  slate  at  Bloomingrove,  Orange  Co.,  N.  Y. 

Smoky  quartz  in  large  crystals,  some  over  100  lbs.,  have  been  found  on  Paradise  R..  Nova 
Scotia. 

Quartz  pseudomorphs,  after  hexagonal  and  scalenohedral  crystals  of  calcite  and  cube*  of 
fluorite,  at  Westhampton,  Mass. ;  after  barite,  probably,  in  Rutherford  Co.,  N.  C,  often  filled  wiiii 
water. 

Quartz  crystals  occasionally  occur  of  enormous  size.  A  group  in  the  musouin  of  the  university 
at  Naples  weiLi-lis  nearly  half  a  ton.  A  crystal  belonging  to  Sig.  Rafelli,  of  Milan,  measures  ?,}  fc. 
in  length  ■> -.  iii  eircaiiiference.  and  its  weight  is  estimated  at  870  lbs;  another  in  Par  s  is  ;J  fc. 
in  diaaieter  and  weighs  8  cwt.  About  a  century  since  a  drusy  cavitj'  was  opened  at  Zinken.  wliich 
afforded  1,000  cwt.  of  rock  crystal,  and  at  that  early  period  brought  ,>:i300,000.  One  crystal  weighed 
80u  lbs.  A  group  from  Moose  Mountain.  New  Hampshire,  at  Dartmouth  College,  weighs  UT^ 
lbs.,  and  contains  -18  crystals;  four  of  them  are  from  5  to  5|  inches  in  diameter,  ten  from  4  to  -i^- 
inches.    A  crystal  from  Waterbury,  Vt.,  2  ft.  long  and  18  inches  through,  weighs  175  lbs. 

Sever.al  varieties  of  this  species  have  long  been  employed  in  jewelry.  Tlie  a.attJiiist  has  always 
becu  esteemed  lor  its  beauty.  Like  most  other  stones,  it  is  less  brihiant  by  candle-light:  it 
appears  to  best  advantage  when  surrounded  with  pearls  and  set  in  gold.  The  eolor  of  tlie  ame- 
thyst is  often  irregularly  ditfased,  as  is  well  deseribed  by  Pliny,  "ad  viciiiiam  erystalli  (les(vudet 
albicante  purpuric  defectu."  purple,  gradually  lading  into  white.  It  was  called  anu-th/j.^f,.  ,r,  -/.  ./r  ., 
on  account  of  its  pretended  preservative  powers  against  hitoxication,  from  ,  not.  and  /-c  to 
intoxicate.  This  is  not,  however,  the  only  amethyst  of  the  ancients.  The  violet  colored  sapphire, 
the  violet  fluorite  (scalptm'is  faciles,  Plin.,  easily  graven),  and  some  other  purple  species,  were 
designated  by  the  same  name;  and  it  has  been  supposed  that  garnet  was  also  ineluded. 

Cameos  are  in  general  made  of  onyx,  which  is  weU  fitted  for  tliis  kind  of  miniature  sculpture. 
The  most  noted  of  the  ancient  cameos,  is  the  Mantuan  vase  at  Brunswick.  It  was  cut  fro.ii  a 
single  stone,  and  has  the  form  of  a  cream  pot,  about  seven  inches  high  and  two  and  a  naif  broad : 
on  its  out  idr,  which  is  of  a  brown  color,  there  are  white  and  yellow  groups  of  raised  figures, 
representing  Ceres  and  Triptolcmus  iu  seai'ch  of  Proserpine.  The  Museo  Borbonico,  at  Naples, 
contains  an  onyx  measuring  eleven  inches  by  nine,  reproscntmg  the  apotheosis  of  Augustus.  <uid- 
another  exhiljiting  the  apotheosis  of  Ptolemy  on  one  side  and  the  head  of  Medusa  on  the  otlier; 
both  are  splendid  specimens  of  the  art,  and  the  former  is  supposed  to  be  tlie  largest  in  existence. 

The  carnelian  is  often  rich  in  color,  but  is  too  common  to  be  much  estee  ued  ;  when  first 
obtained  from  the  rock  they  are  usually  gray  or  grayish-red ;  they  receive  their  fine  colors  from 
an  exposure  of  several  weeks  to  the  sun's  rays,  and  a  subsequent  heating  in  earthen  pots.  The 
colors  of  agate,  when  indistinct,  may  be  brought  out  by  boiling  in  oil,  and  afterward  in  sulphuric 
acid ;  the  latter  carbonizes  the  oil  absorbed  by  the  porous  layers,  and  thus  increases  the  contrast 
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of  the  different  colors.  Agate  is  often  made  into  mortars  for  chemical  and  pharmaceutical  pre- 
parations,  and.  according  to  Pliny,  it  was  employed  for  the  same  purpose  by  the  physicians  of  hia 
day.  Pliny  also  mentions  that  '"the  best  cautery  for  the  human  body  is  a  ball  of  crystal  acted  on 
by  the  sun"  (xxxviu  10)  He  deplores  the  extravagance  of  his  times,  as  exhibited  in  the 
crystal  drinking  cups  and  vases  of  the  wealthy. 

Jasper  admits  of  a  brilliant  polish,  and  is  often  formed  into  vases,  boxes,  knife-handles,  etc. 
It  is  also  extensively  used  in  the  manufacture  of  Florentine  mosaics. 

Quartz  is  distinguished  by  its  hardness — scratching  glass  with  facility;  infusibility — not  fusing 
before  the  blowpipe ;  insolubilihj — not  attacked  by  water  or  the  acids ;  undeav ability — one  variety 
being  tabular,  but  proper  cleavage  never  being  distinctly  observed.  To  these  characteristics  the 
action  of  soda  B.B.  may  be  added. 

The  word  quartz  is  of  German  provincial  origin.  Agate  is  from  the  name  of  the  river  Achates, 
in  Sic-ily,  whence  specimens  were  brought,  as,  stated  by  Theophrastus. 

Alt. — Pseudomorphs  of  pyrite,  tin  ore,  stannite,  magnetite,  hematite,  and  voltzite,  after  quartz, 
have  been  met  with. 


232.  OPAL.    Opalus,  P(Bderos,  Plin.,  xxxviL  21,  22.    Quartz  resinite      Tr.,  ii.  1801. 

Massive,  amorphous ;  sometimes  small  reniform,  stalactitic,  or  large 
tuberose.    Also  earthj. 

H.=:5'5  — 6*5.  G.  =  l"9  — 2'3.  Lustre  vitreous,  frequently  subvitreous  ; 
often  inclining  to  resinous,  and  sometimes  to  pearly.  Color  white,  yellow, 
red,  brown,  green,  gray,  generally  pale  ;  dark  colors  arise  from  foreign 
admixtures  ;  sometimes  a  rich  play  of  colors,  or  different  colors  by  re- 
fracted and  reflected  light.    Streak  white.    Transparent  to  nearly  opaque. 

Comp. — Si.  as  for  quartz,  silica  being  dimorphous,  the  opal  condition  being  one  of  lower 
degrees  of  hardness  and  specific  gravity,  and,  as  generally  beUeved,  of  incapability  of  crystalliza- 
tion. "Water  is  usually  present,  but  it  is  regrarded  as  unessencial.  It  varies  in  amount  from  2'T,o 
to  21  p.  c  ;  or,  mostly,  from  3—9  p.  c.  =  Si4-^  H  to  Si  + ^  H  (or  9  Si  +  H  to  3  Si  +  H).  Opal 
often  contains  more  or  less  of  quartz  mixed  with  it;  and  most  of  the  analyses  are  unsatisfactory, 
because  they  leave  the  amount  of  the  latter  whoUy  unconsidered;  and  since  solubility  in  a  hot 
solution  of  caustic  potash  is  not  a  decisive  test  of  opal,  as  shown  by  Ramraelsberg  (Pogg.,  cxil. 
177 ).  no  method  for  its  exact  determination  is  known.  (See  p.  1 92,  under  Quartz.)  Rammelsberg's 
percentage  results  are  as  follows ;  under  the  heading  ign.  &  S,  the  sum  of  the  loss  by  both  is 
given,  and  in  brackets  that  by  drying  over  sulphuric  acid  alone : 


Semiopal,  Grochau 

"  Yallecas,  brown 
"  vjhite 

Geyserite,  Iceland 

Hijahte.  Walsch 

'•  "     after  ign. 


G. 

G.  after  ign. 

Ign.  &  S. 

InsoL 

2-101 

1-878 

6-55 

7-21 

2-216 

2-224 

11-75 

"8 -2  6" 

18-5—39-3 

454 

'1-78^ 

19-2— 58-5 

8-83 

3-4f 

4-8  (=iFo) 

2-185 

3-28 

0 

9-7—19-9 

1-507 

21-  —45-9 

Moreover,  optical  characters  do  not  afford  decisive  distinctions ;  for  Ehrenberg  has  found  (Ber. 
Ak.  Berlin,  G5,  1849,  Raram.,  Pogg..  cxii.  191)  that  hyalite,  after  ignition  and  bafore,  and  chrys- 
oprase  are  alike  doubly-refracting;  chalcedony  from  Farje  and  semiopal  from  Yallecas,  doubly- 
refracting,  with  spots  of  singly-refracting;  semiopal  fr.  Grochau  and  flint,  singly-refractmg,  with 
spots  of  doubly-refracting. 

Var. — 1,  Precious  Opa'.  Exhibits  a  play  of  delicate  colors,  or.  as  Pliny  say.=!,  presents  various 
refulgent  tints  in  succession,  redecting  now  one  hue  and  now  another.  Seldom  larger  than  a 
hazel  nut;  a  mass  in  the  A^ienna  museum  has  the  size  of  a  man's  fist  and  weighs  17  oz.,  but  ha,s 
numerous  fissures,  and  is  not  wholly  free  from  the  matrix, 

2.  i^/re-o/jaZ  fFeueropal.  fr.  Mexico,  Hurnboldi,  Karsten.  Ellapr.  Beitr.,  iv.  156,  1807).  Hyacijith- 
red  to  honey-yellow  colors,  with  fire-like  reflections,  somewhat  irised  on  turning. 
Girasof.    Bluish-white,  translucent,  with  reddish  reflections  in  a  bright  light. 

4.  Common  OpaK  In  part  translucent;  (a)  milk-white  to  greenish,  yellowish,  bluish;  (6) 
BeS'.n  opal  (Wachsopal,  Pechopal,  Germ.),  wax-,  honey-  to  ochre-yellow,  with  a  resinous  lustre  ;  (c 
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dull  olive-green  and  mountain-gTeen ;  (d)  brick-red.  Incli>des  Semwpa^  (Halbopal  Wern.,  Bergm. 
J..  375,  17cS9);  also  (e)  Jiydrophane,  -which  is  translucent,  whitish,  or  light-colored,  adheres  to  the 
tongue,  and  becomes  more  translucent  or  transparent  in  water  (to  which  the  name,  froui  vSofj, 
ivater^  and  </)iin  o),  to  make  dear,  alludes),  a  very  common  quality  of  opal.  (/)  Forcherite  (Auhhorn, 
"Wien.  Ztg.  Abendbl..  Jul.  11,  18G0);  an  orange-yellow  opal,  colored  by  orpiment;  Ct.  =  2"17 
Maly  (J  pr.  Ch..  Ixxxvi.  501).    It  is  from  Reittelfeld,  in  Upper  Styria. 

5.  Cacliolong  (Kaschtschilon  of  Kalmucks  and  Tartars  [=:beautiful  stone],  Kascholoug  Germ. 
Perlmuiter-opal  KarsL,  Tal).,  1S08).  Opaque,  bluish-white,  porcelain- white,  pale-yeUowish  or 
reddish ;  often  adheres  to  the  tongue,  and  contains  a  little  alumina. 

6.  Opal-agate.    Agate-like  in  struciure,  but  consisting  of  opal  of  different  shades  of  color. 

7.  Menilite  (Pechstein  de  MenU  Montant  Delarhre  &  Quinquet,  J.  de  Phys.,  xxxi.  21i),  1787  ; 
Menihte  de  Saussure,  Delameth.  T.  T.,  ii.  169,  1797.  Leberopal  Karst.,  Tab.,  24,  ISO(i).  In  con- 
cretionary  forms,  tuberose,  reniform,  etc.,  opaque,  dull  grayish,  grayish-brown,  occurring  im- 
bedded in  a  shaly  argillaceous  deposit. 

8.  Jasp-opal  (Karst.  Tab.,  26,  IbOS;  Opal-jasper,  Eisenopal,  Hausm.,  Handb.,  428,  1813).  Opal 
containing  some  yellow  oxyd  of  iron  and  other  impurities,  and  havuag  the  color  of  yeUow  jasper, 
with  the  lustre  of  common  opal. 

9.  Wood-opal  (Holz-opal  Germ.).    'VVood  petrified  by  opal. 

10  i/ya/i^e  (MuUerisches  G-las  [=Muller's  Glass,  after  the  discoverer];  Hyalit  Wern..  Hoflfm. 
Min.,  ii.  a,  134,  1812,  Karst..,  Tab.,  22,  1800  ;  Gummistein  Blumenb.,  Xat.,  553  ;  Glasopal  Ilausra., 
Handb.,  424,  ISl^S).  Clear  as  glass  and  colorless,  constituting  globular  concretions,  and  also 
crusts  with  a  globular,  reniform,  botryoidal,  or  stalactitic  surface ;  also  passing  into  translucent, 
and  whitish. 

11.  Fiorite,  Siliceous  Sinter  (Kieselsinter  Germ.;  Santi,  Viaggio  al  Montomiata,  Pisa,  1795, 
Crell's  Ann.,  ii.  589,  1796;  Thomson,  J.  de  Phys.,  xxxix.  407,  1791,  Breve  Xotizia  di  un  Viaggia- 
tore  sulle  Incrost.  Sil.  termah  dltalia,  etc.,  1795,  Crell's  Ann.,  i.  108,  1796,  Bibl.  Brittan,  185, 
1796  (?  name  fiorite  here  given);  Ffaff.^  Crell's  Ann.,  ii.  589,  179ti;  Resinite  termogino  (/to?.). 
Includes  translucent  to  opaque,  grayish,  whitifh.  or  brownish  incrustations,  porous  to  firm  in 
texture ;  sometimes  fibrous-like  or  fJamentous.  and,  when  so,  pearly  iu  lustre  (then  called  Fearl- 
sinter) ;  formed  from  the  decomposition  of  the  siliceous  minerals  of  volcanic  rocks  about  fumaroles. 
or  from  the  siliceous  waters  of  hot  springs.  It  graduates  at  times  into  hyalite,  (ai  The  original 
fiorite  (or  pearl-sinter),  as  described  by  Thomson,  occurs  in  tufa  in  the  vicinity  of  Santa  Fiora, 
Italy,  and  also  on  Ischia,  and  at  the  Solfatara  near  Xapli'S.  iu  globular,  botryoiual.  and  st;;lactitic 
concretions,  pearly  in  lustre.  Thomson  also  mentions  (1TL*1)  a  similar  incrustation  as  formed 
from  the  hot  waters  of  the  Sasso  lagoons.  It  was  referred  by  "\^"erner  to  hyalite  in  1816  ( Hoff- 
mann).  {h)  The  Michaelite  (J.  \Y.  Webster,  Am.  J.  Sci.,  iii.  391,  1821)  is  similar,  from  the  island 
Oi"  St.  Michaels,  one  of  the  Azores,  where  it  occurs  in  snow-white  incrustations,  capillary  or  fili- 
form in  structure,  pearly  in  lustre,  with  &.  =  1*866.  (c)  Geyserite  (KieseltulY  i fr.  Geysers)  Kapr., 
Beitr.,  ii.  109.  1797;  Geysirite  Delameth..  Min.,  Isl2;  Daraour,  Bull.  G.  Fr..  1818.  15*^7)  constitutes 
concretionary  deposits  about  the  Iceland  geysers,  presenting  white  or  grayish,  porous,  stalactitic, 
filamentous,  caulirlower-hke  forms;  also  compact-massive,  and  scaly-nuissive ;  H.  — 5;  rarely 
transparent,  usually  opaque;  sometimes  falling  to  powder  on  drying  in  the  air. 

12.  Kioat-stoue  (Quartz  nectique,  ff.,  Tr..  ii.  1801;  Schwinunstein  G-rm.).  'In  light  concretion- 
ary or  tuberose  masses,  white  or  grayish,  sometimes  cavernous,  rough  in  fracture.  So  light, 
owing  to  its  spongy  texture,  as  to  float  on  water.  The  concretions  sometimes  have  a  flint-like 
nucleus. 

13  Tripol'te  (Trippel,  Terra  Tripolitana  (fr.  Tripoli,  in  part),  Wa'l.,  82,  1747.  Infusorial  earth; 
Bergmehl,  Kieselmelfl,  Kieselguhr.  Germ.  Farina  fossilis.  Randauite  Salvetaf.  Ann.  Ch.  Phys., 
III.  xxiv.  34S,  ISIS).  Formed  from  the  siliceons  shells  of  Diatoms  and  other  microscopic  species, 
as  first  made  known  by  Ehrenberg,  and  occurring  in  deposits,  often  many  mUes  in  area,  either 
uncompacted,  or  moderately  hard,    (ai  lafusor^oJ.  ov  Earflty  Tripolite,  a  very  fine-grained 

earth  looking  often  like  an  earthy  chalk,  or  a  clay,  lau  har.-h  to  the  feel,  and  scratching  glass 
when  rubbed  on  it.  {b)  Randauite.  a  kaolin-like  variety  from  Ceyssat  near  Randan,  in  Dept.  Puy 
de  D:)me,  and  from  Algiers,  containing  9  to  lo  p.  c  of  water.  A  deposit  at  Santa  Fiora  in  Tus- 
cany was  made  known  by  G.  Fabbroni  in  1794  iGiorn.  Fis.-med.  diD.  BrungnateUi,  p.  154;  Crell's 
Ann.,  ii.  199,  1794  ;  Bergmehl  v.  Santa  Fiora  Kkiproth,  Beitr.,  vi.  348).  It  consists  of  a  grayish- 
white,  loose,  mealy  earth;  Fabbroni  states  that  he  made  bricks  of  it  which  would  float  like  those 
which  PUny  described  as  made  iu  Spain  from  a  sort  of  pumice-like  earth  (xxxv.  49  ),  and  sup- 
poses the  material  the  same.  Ehrenberg  has  shown  it  to  be  an  infusorial  earth,  (cj  Tripoli 
slate  (Polishing  slate.  Polierschiefer,  Tripelschiefer,  Saugkiesel,  Klebschiefer,  Germ.),  a  slaty  or 
thin  laminated  variety,  fragile ;  G.  =  l-'.»09  — 2-(  8.  Often  much  impure  from  mixture  with  clay, 
magnesia,  oxyd  of  iron,  etc.  id)  Alumocalcite  (fr.  Eibenstock,  Breith.,  Char.,  97,  326,  18  is  a 
milk-white  material,  having  a  hardness  of  only  1  to  1| ;  G.  =  2*174 ;  it  may  be  a  variety  of  tripohte, 
coi\taining  a  httle  lime  and  alumina. 

Analyses:  1,  Klaproth  (B-Ur.,  ii.  151);  2,  v.  KobeU  (Char.,  252,  IS-^O);  3-6,  Damour  (Bull.  G 
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Fr ,  II.  V.  1 62,  184f5) ;  7,  Klaproth  (1.  c.,iv.  1 56) ;  8,  id  (ib..  ii.,  1 57) ;  9,  Forchliainraer  (Pogg.,  xxxv. 
331);  10,  G.  J.  BrushlThis  Miu.,  152,  1854);  11,  Klaproth  (1.  c,  v.  i9);  12,  id  (ib.,  ii.  154);  13, 
Tschermak  (Ber.  Ak.  Wlen,  xiii.  381);  14,  Wriglitsou  (Ann.  Ch.  Pharm  ,  liv.  358);  15,  Stucke 
(Nose  Beschr,  vulk.,  Foss.,  73);  16,  Forchhammer  (1.  c);  17,  18,  Damour  (1.  c);  19,  Klaproth 
(1.  c,  ii.  160) ;  20.  21,  Y.  d  Mark  (Yerh.'nal.  Ver.  Bonn,  ix.  1852) ;  22,  Wertheim  (Ramm.  Min.  Ch., 
133);  23,  G.  J.  Brush  (This  Min  ,  (-91,  1850);  24,  J.  L.  Smith  (Am.  J.  Sci.,  xy.  435);  25,  Klap- 
roth  (1.  c,  ii.  165);  2r,,  27,  R.  Brandes  (Nogg.  Geb.  Rh.-Westph,  i.  338j;  28,  Y.  d.  Mark'(l.c.;; 
29,  Klaprotli  (1.  c,  ii.  162);  30,  Beudant  (Tr ,  ii.  18). 

31,  Damour  (1.  c);  32,  Schattgotsch  (Pogg.,  Ixviii.  147);  33,  Damour  (1.  c.) :  34,  Bucholz  (Gehl. 
J.,  i.  202,  viii.  176) ;  36-38.  Damour  (1.  c.) ;  39,  Klaproth  (1.  c.) ;  40,  Kersten  (Schw.  J.,  Ixvi.  25) ;  41, 
Forchhammer  (Pogg.,  xxxv.  331);  42,  43,  Bickell  (Ann.  Ch.  Pharm.,  Ixx.  290);  44,  Pattison 
(Phil.  Mag.,  III.  XXV.  495);  45,  Mallet  (ib.,  IV.  v.  285). 

46,  Klaproth  (1.  c..  vi.  348)  ;  47,  48,  Fouraet  &  Salvetat  (Ann.  Ch.  Phys.,  III.  xxiv,  348);  49, 
Baumann  (Ramm.  Min.  Ch.,  136);  50,  R.  Hoflmanu  (J.  pr.  Ch.,  xc.  467);  51,  Hansteiii  &  Schultz 
(Ann.  Ch.  Pliarm.,  xcv.  292);  52,  Kuhlmaun  (ZS.  nat.  Ver.  Halle,  viii.  478);  53,  Klaproth  (1.  c, 
V.  112);  54,  55,  Bucholz  (Leouh.  Tasch.,  vi.  5,  8);  56,  Kersten  (Freiesleb.  Mag.  Orykt.,  Heft  5): 


1.  Czcrweuitza,  precious  opal 
2  "  " 

o.  "       G.  =  2  029 

4.  Mexico,  /inqnd,  G.  =  2-029 

"     chatoyant,  G.  =  2-024 


Zimapan,  Fire-opal 
Kosemiitz,  milk-iv. 
Faroe,  Fire-opal 
Georgia,    "     G.  =  2-07 


5. 
6. 
7. 
8. 
9. 
10. 

11.  Moravia,  gray 

11.  Hubertsburg,  Hydrophane 

13.  Thebes, 

14.  Scliiflenberg,  Semi-opal 

15.  Hanau 

16.  Faroe,  Cacholong 

17.  Iceland,  Resinopal,  G.  =  2*095 

18.  Mexico,  " 

19.  Telkebanja,  " 

20.  Rosenau,  ywh.-broivn 

21.  "       w.  ext.  oflast. 

22.  Meronitz,  gnh.-hroiun 

2a.  Vourla,  gyh.-green,  G,  =  2-054 

24.  Ilarmanjick,  Eexinopai 

25.  ]Meiiil-Montaut,  Meaiute 

26.  Gberkassel,  Wood-opal 

27.  Quegstein,  Siebengeb.  " 

28.  Steiizelberg,  Jaspopal 

29.  Telkebanya, 

30.  Jasztraba,  Hung." 


Si 
90 

89-  06' 
93-90 
■91-12 
^9-90 
93-95 

92-  00 
98-75 

88-  73 
91-89 
85 

93-  13 
85-8 

90-  20 

82-  75 
95-32 

[92-03] 
[95-4(1] 
93-5 

91-  82 

89-  54 

83-  73 
[94-9] 

92-  0 

85-  5 

93-  01 

86-  00 
88  28 
43-5 
47-81 


H      ^1      iFe  Ca 
10-94    


10-10 

6-  05 

7-  75 
[1-05] 

7-  97 
5-84 
8*^ 

5-25 

8-  4 

2-  73 

10-  00 

3-  47 
7-97 

4-  60 
50 

5-  61 
5-08 

11-  46 
5-1 
415 

11-0^ 
4-12 

9-  97 
5*o7 
7-5 

13-17 


0-10 

0-  99 

1-  4U 

3 

1-62 

1-86 
3-50 
0-20 


0-14 
0-27 


1-0 
0-12 
0-50 
0-31 

0-93 


0-25     

0-  10  

  0-49  0 

 Mg  0-92  

1-  75  


 Mg  4-9  

4-il  '■  0-86  0-90 
3-0oCa0-25  

  0-U6  0-06 


1-  0    - 

2-  1  oMg  0-18- 
4-94  0-17- 

3-  5S  Ca  1-57  - 

 Mg3-o- 

0-5       0-5  - 

0-37    - 

3-50  _    - 

n-58Mg  016- 

47-0    - 

38-09    - 


 =100  Klaproth. 

 =100  KobeU. 

 =100  Damour. 

 =100  Damour. 

 =100  Damour. 

 =100  Damour. 

 =100  Klaproth. 

 =100  lOaproth. 

34    Mg  l-48  =  10o  F. 

. — =100-05  Brush. 

 ,  C  1,  Bit.  o-o3  = 

99  08  Klaproth. 

 =l(i0  Klaproth. 

 =100-1  Tsch. 

0-b0S0-31  =  101  76W. 

 =99-50  Stucke. 

0-07,MgO-4=99-5-F. 

 =100  Damour. 

 =100  Damour. 

 =100  Klaproth. 

0-10  =  100  Mark. 

 =100  Mark. 

 ,MgO  67  =  101W. 

 =100  Brush. 

 =  99-15  Smith. 

 =96-5  ELlaproth. 

 =99-62  Brandes. 

 ,S0-2O=100-17B. 

—  -=100  Murk. 

 =98-0  Klaproth. 

 =100  Beudant. 


2.  Hyalite^  Fiorite  or  Siliceous  Sinter. 


31.  Waltsch,  Bohem.,  Hyalite 

[96-94] 

3-06 

 =100  Damour. 

3-2. 

ii  a 

95-5 

30 

0-8 

0-2 

   =99-5  Schaffg. 

33.  Kaiserstulil  " 

[9f,-99] 

3-01 

   =100  Damour. 

34.  Frankfort,  a.  M.  " 

92-00 

6-33 

 =98-33  Bucholz 

35.  Azores, 

Michaelite 

82-29 

10-35 

1-36 

tr. 

 =100  Webster. 

36.  Iceland, 

Geyser  lie 

87-67 

10-40 

0-71 

0-40 

0-82    tr.  =100  Damour. 

37. 

"  gray 

[92-59] 

7-41 

 =100  Damour. 

"  white 

[91-23] 

8-97 

 =1(  0  Damour. 

3;».  " 

a 

98-0 

1-5 

0-5 

 -— =100  ELlaproth. 

40. 

u 

94-01 

4-10 

1-70 

 =99  81  Kerst. 

41. 

(( 

84-43 

7-88 

3-07 

1-91 

0-70 

0-92,  Mg  l-n6  Forchh. 
0-11   O  il,  S  2-49  =  100  B. 

42.  " 

i( 

8v26 

4-79 

0-69 

3-26 

U-29 
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Si 

11 

43. 

Iceland,  Geyserite 

91-56 

5-76 

44. 

X.Zealand,     "       =  1-968 

77-35 

7-06 

45. 

94-20 

3-U6 

^1       Vq     Ca    Xa  K 
1-U4     0-18   0-33   0-16   U-19,  SO-3],  Mg()--n 
•--100  BickelL 

9-70     3-72   1-74  =  100-17  Pattis. 

1-58     0-17    ir.      0-85'=  =99-86  Mallet. 


3.  Tripoliie,  Infusorial  Earth,  Floaisione. 

4r..  Santa  Flora,  Bergmehl  79        12        5        3  =99  Klaproth. 

47.  Cevssat,  i?a7i^^a/^^■^3  87-2      l()-0          2-00         0-8^1  =l()UFonrnet. 

48.  Algiers,       "  8i'-00      9*00     1-41     0*55   0-56       2-00.  ins.  iS  6-48=  lOO  S. 

49.  Bilm,  Tn^oZ^Ye,  G.=  1-862.  87-58     8-S9         2-(i4         1-09  Mg- 0-3u=99-90  Ban. 

50.  "          "  80-;:i0    10-90         5-40         0.44     ir.    0-30,  Mg-.  O-IS'',  Org. 

l-30  =  90-i's  Hoffmann. 

51.  Luneberg,  i:ar^?i  87-86      8-43     0-13     0-73   0-75*  .Oru.  ■.i-2>=  l()o-l8  H. 

52.  Ebstorf,        "  9U-86      9-(»l     0-29     0-23   0-16«  .Mg  Cw-0.'=  K)0  64K. 

53.  Mauritius,  Kieselguhr  72*0      21-0      2-5      2-5  =!tS  0  Klaproth. 

54.  Paris,  Q.  nedique,  lighter  94-0       5-0          0-5       =  !t9-3  Buoholz. 

55.  "         "       heavier  91-0       6*0          0-25       Mg  ir.  ,  Ca  C  2  tM)  =  99-2o  B 

56.  Eibenstock,  ^Ziimoca/aYe  86-60     4-00      2-23     —  Ca  6-25  =99-U6  Kersten. 

'  Somewhat  ammoniacal.  i>  With  some  carbonaceous  material  c  Xa  CI.  d  With  some  magnesia.  *^  Carbonate 
of  lime,    f  Also  ammonia  O'Ol. 


Fandanite  of  Salvetat  (anal.  48)  corresponds  to  the  formula  Si^  H  (=Si  90-9,  H  9-1)  when  dried  at 
16°  C,  and  Si'^H  (=Si  95-3,  H  4-T)  when  dried  at  luO  C.  The  precious  opal  of  Hungary,  analyzed 
by  V.  Kobell  (anal.  2),  lost  7-5  p.  c.  on  drying  at  a  low  heat,  and  the  rest  of  the  water,  or  3-44  p.  c, 
on  ignition. 

Pyr.,  etc. — Yields  water.  B.B.  infusible,  but  becomes  opaque.  Some  yellow  varieties,  con- 
taining oxyd  of  iron,  turn  red. 

Obs. — Occurs  filling  cavities  and  fissures  or  seams  in  igneous  rocks,  porphyry,  and  some  metai- 
Uc  veins.  Also  imbedded,  like  fliut,  in  hmestone.  and  sometimes,  hke  other  quartz  concretions, 
in  argillaceous  beds ;  also  formed  from  the  siliceous  waters  of  some  hot  springs ;  also  resulting 
from  the  mere  accumulation,  or  accumulation  and  partial  solution  and  solidification,  of  the  sUiceous 
shells  of  infusoria — wJiich  consist  essentially  of  opal-silica.  The  last  mentioned  is  the  probable 
source  of  the  opal  of  limestones  and  argillaceous  beds  (as  it  is  of  flint  in  the  same  rocks),  and  of 
part  of  that  in  igneous  rocks.  It  exists  in  most  chalcedony  and  flint.  Being  like  quartz  in  origin, 
it  is  natural  ihat  the  two  should  be  often  mixed  together.  Couunoo  opal  am!  hyalite  are  products 
of  the  decomposition  of  a  Roman  cement  at  the  hot  springs  of  Ploml)i.'re3  in  France. 

FrcciGus  opnl  occurs  in  porphyry  at  Czerwenitza,  near  Kashau  in  Hungary,  at  Frankfort,  and  at 
Gracias  a  Dios  in  Honduras.  Fire  opal  occurs  at  Zimapau  in  Mexico  :  Far/;c  ;  near  San  Antonio, 
Honduras.  -  Corraaon  opal  is  abundant  at  Telkebanya  m  Hungary  :  near  Pernstein.  Lnekau, 
and  Smrezct  in  Moravia;  in  Bohemia;  at  Kosemiitz  in  ^Ucsia  :  Huijcrtsburg  in  Saxony  ;  Stanzei- 
berg  and  Quegstein  in  Siebengebirge  ;  Steinheim  near  Hanau;  in  Faroe,  Iceland;  tiie  (xiant"s 
Causeway,  and  the  Hebrides ;  also  within  4  m.  and  to  the  S.W.  of  the  watering-place  at  Vourla, 
the  harbor  of  Sm3'rna,  along  with  yeflow  jasper  and  hornstone,  imbedded  in  a  lo'vv  ridge  of  yel- 
lowish compact  limestone ;  of  a  wax-yellow  and  grayish-green  color,  occasionally  wliite,  at  the 
Oiaut's  Causeway.  Hyalite  occurs  in  amygdaloid  at  Scliemnitz,  Hungary ;  in  clinkstone  at 
Waltsch,  Bohemia.  Wood  opa'  forms  large  trees  in  the  pumice  conglomerates  of  Saiba.  near  Xeu- 
sohl ;  Kremnitz,  Hungary ;  Faroe  ;  near  Hobart  Town,  Tasmania ;  and  in  many  other  regions  of 
igneous  rocks. 

The  Luneberg  earth  contains  many  species  of  infusoria,  and  is  10  to  1^  ft.  thick. 

In  U.  S .  hyalite  occurs  sparingly  in  N".  York,  at  the  Phillips  ore  l^ed.  Putnam  Co..  in  thin  coat- 
ings on  granite;  rarely  in  X.  C,  Cabarrus  Co.,  with  the  auriferous  quartz;  in  Georgia,  in  Burke 
and  Scriven  Co?  .  lining  cavities  in  a  siliceous  shell-roek  ;  in  Washington  Co.,  good  fire  opal ;  at 
the  Suauna  spring,  Florida,  small  quantities  of  siliceous  sinter. 

The  piecious  opal,  wiien  large,  and  exhibiting  its  peculiar  play  of  colors  in  perfection,  is  a  g'e;n 
of  high  value.    It  is  cut  ^vith  a  convex  surface. 

233.  JEXZSwHirB. — A  second  modification  of  amorphous  sihca  is  mentioned  above  (p.  194)  as 
announced  by  G.  Jenzsch.  The  facts  may  receive  otlicT  explanation.  For  the  present  the  opals 
supposed  to  represent  it  may  be  included  under  the  above  name.  The  characteristic  is  a  speciflc 
gravity  of  2-6,  hke  quartz-silica,  while  soluble  in  a  hot  solution  of  caustic  potash.  The  kinds  here 
referred  to  are  a  white  cacholong  from  Huttenberg  in  Carinthia,  G.  =  2-59l;  from  Hutberg,  near 
"Weissig.  in  amygdaloid,  G.  =  2-6:;3  — 2-647  ;  from  the  porphyry  of  Regensberg,  G.  =  2  620;  from 
Brazil.  G.  =  2-596.  They  are  generally  associated  with  chalcedony,  and  Jenzsch  regards  them  aa 
a  result  of  its  alteration. 
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II.  TERNARY  OXYGEN  COMPOUNDS. 


1.  SILICATES. 


A.  ANHYDROUS  SILICATES. 


The  following  are  the  general  subdivisions  of  the  Anhydrous  Silicates  : 

I.  BisiLicATKS.    Oxygen  ratio  for  the  bases  and  Silica  1  :  2. 

II.  UxisiLicATES.    Oxygen  ratio  for  the  bases  and  Silica  1:1. 

III.  Su33SiLicATES.  Oxygcn  ratio  for  the  bases  and  Silica  1  :  less  than 
1 ;  mostly  1  :  f ;  but  also  1  :  j-,  and  1  :  J. 

These  subdivisions  are  essentially  the  same  that  were  brought  forward 
in  the  last  edition  of  this  work.  The  section  of  Tersilicates  has,  however, 
disa}3peared,  the  species  hitherto  arranged  under  that  head  being  proved  to 
have  no  existence ;  and  the  few  Sesquisilicates,  and  the  Micas  and  Feld- 
spars, are  added  to  the  Unisilicates. 

Comiitidion  omd  Formulas  of  Silicates.  -  The  bases  in  the  Silicates  comprise  various  elementa 
of  Series  L  (see  p.  2 )  in  their  different  states  of  oxjdation,  protoxyd,  sesquioxyd,  or  deuloxyd,  and 
possibly  tritoxyd  ;  namely,  K,  Na,  Li,  Th,  Cs,  H,  Ba,  Sr,  Ca,  Mg,  Ce,  La,  Di,  Fe,  Mn,  Cr,  Al.  and 
rarely  aiso  Zn,  Xi.  Co.  Ti;  and  in  a  few  cases  boron,  of  Series  II.,  in  the  tritoxyd  state.  The  ele- 
ment silicon  is  so  strongly  negative,  that  in  its  oxygen  combinations  all  other  elements  present 
are  relatively  basic. 

The  basic  elements  enumerated,  when  in  the  same  state  of  oxydation,  are  mutually  replaceable ; 
and.  as  the  analyses  beyond  illustrate,  8  or  10  often  occur  in  the  same  compound,  combined  either 
in  simple,  or  indeterminate,  ratios.  But  while  in  general  thus  replacing  one  another,  there  are 
certain  groups,  as,  for  example,  the  Feldspar  and  Scapolite,  in  which  Al  is  not  replaced  by  Fe, 
nor  Ca,  Xa,  K  by  Mg,  or  Fe,  the  presence  of  the  latter  ingredients  being  an  irregularity,  and 
proof  of  mixture  or  alteration. 

The  basic  elements  are  also  mutually  replaceable  when  in  different  states  of  oxydation,  under 
the  law  that  parts  equal  in  power  of  combination  with  oxygen  are  equivalent  or  isomorphous ; 
that  is,  the  replacing  po-wer  equals  the  combining  power.  Thus  3  R  0  (=E^  0^),  R"  0',  i  R  0-  (  = 
0').  f  R-  0^  R  0^  are  replaceable ;  and  so  also  are  R^  0^=2  R  0),  and  R  0";  for  the  basic  metal 
is  combined  with  an  equal  amount  of  oxygen,  3  atoms  in  the  former  group,  and  2  in  the  latter. 
The  basic  metals  of  these  ditierent  oxyds  by  themselves  represent  so  many  different  states  cor- 
responding to  the  states  of  oxydation,  and  are  therefore  equivalents  in  combination.  The  above 
foi-mulas.  if  divided  by  3,  become  reduced  to  the  protoxyd  form  R  0,  Rt  0,  R^  0,  R-^  0,  R:j  0,  and 
the  expressions  for  the  different  states  of  the  basic  metals,  to  R,  R^,  R^,  Rs",  R^r.  The  first  three 
of  these  states  have  been  denominated  in  a  note  to  page  2,  and  in  the  Introduction,  p.  xv,  the 
a.'pha^  beta,  and  gamma  states;  the  expressions  are  correspondingly  written  <jR,  /jR,  •;  R,  'R,  'R. 
<'R0  equals  R  0,  or  a  protoxyd.  So  also  /jR  0=^(11^  0^).  or  a  third  of  a  sesquioxyd;  ^RO^ 
l(RO'),  or  half  of  a  deutoxyd  ;  and  -R  0=:^(R0='),  or  one-third  of  a  tritoxyd.  uR,  pR,  >R,  d'R, 
tR.  are  nuitually  replaceable,  or  equivalent  in  substitutions. 

The  Bisilicates  come  under  a  single  general  formula,  which  may  either  have  the  form  A,  or  that 
of  B.    The  u  is  here  dropped,  it  being  unnecessary. 


A.  (K^  fi,  ii^,  R)  Si^ 


B.  (R  0,  /?R  0,  yll  0,  iR  0)  Si 
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The  Unisilicates  have  the  corresponding  formula: 

A.  {\{\  %  ii^,  K)-  si^  B.  (R  0,  ,.m  0,  )Il  0,     0/  Si 

As  dentoxyds  and  tritoxyds  occur  as  bases  only  in  a  few  minerals,  these  general  formulas  foj 
the  ordinary  species  are  : 

Bisilicates       A.  (fi'^  ft)  Si^*  B.  (R  0,  -R  0)  Si 

Unisilicates  (K^',  fifSP  (RO,  ,mOjSi 

If  ihe  latter  formulas  (B)  be  multiplied  by  3,  after  substituting  the  value  of  /?  R.  they  becomt 
the  exact  equivalent  of  the  former;  but  tliey  are  not  necessarily  the  better  for  this  multiplic;;Lion, 
because  chemislry  is  not  yet  able  to  dcci  le  i)0siiivL4y  wiietliar,  in  the  difierent  cases,  tiie  multi- 
p'.ior  should  not  rather  be  6,  9,  or  some  otlier  nuiul^er. 

In  the  new  -system  of  chemistry  tlie  f^^rnuilas  of  the  Bisilicates  and  Unisilicates.  in  their  most 
general  form,  are  written  in  the  fohowing  rnaniKT.  essentially,  by  writers  on  tl^e  >uli!('ct.  except 
that  the  letter  R  is  here  used  with  the  Greek  letters  to  exjjress  the  metal  in  the  dill'erent  states 
of  oxydation :  * 

Bisilicates  Si  O  >  -2^2  Unisilicates  ^  A< 

R^  yR  ^  E',  R,  m,  }R  f  ^ 

Tliese  formulas  may  be  more  conveuienth'-  written  hi  a  single  line,  as  follows  ;  and  to  facilitate  a 
comparison,  the  formulas  of  the  older  system  are  here  added  : 

Old  system.        Old  system  modified.  New  system. 

Bisihcates  (R^  S)  Si^  (RO,  /3R  0)  Si  Si  0||e.||iR,  R,  /jR) 

Unisihcates  (1^,  Rf  Si'  (R  J,  /?R  0)-  Si  Silia^j^Ra.R,  OHh 

By  means  of  fractions  prefixed  to  the  Rs  or  Rs,  the  ratios  of  the  constituents  may  be  expressed, 
as  in  the  older  formulas. 

The  SnJjs(H'-ates  vary  in  formula  according  to  the  varying  ratios,  as  presented  beyond  (p.  3G2) 
The  only  silicates  having  the  basic  metals  in  the  sesipiioxyd  state  alone  occur  among  the  Subsili- 
cates. 

Besides  the  sihcates  that  are  obviously  Bisilicates  and  Unisihcates,  there  are  others  whicli, 
while  bisilicate  or  unisilicate  in  type,  contain  a  surplus  of  silica  in  serial  ratios. 

The  Ftidi-par  group  is  remarkal^le  for  its  unity  in  crystallographic  and  all  physical  characters, 
evincing  the  profoundest  isotyi>ism  ;  and  yet  the  oxygen  ratio  for  the  bases  and  ^il■e  i  varies  from 
1  :  1  to  1 :  H.  The  fact  that  all  the  essential  characters  of  a  Feldspar  appear  iu  ilieir  perfection 
under  the  unisilicate  ratio  shows  that  the  amount  of  silica  of  a  Unisilieate  is  all  t'.iai  is  required 
to  make  a  Feldspar,  and  hence  that  the  type  is  strictly  yni^ilicai'i :  and  furtlier,  that  tlie  excess  of 
silica  must  exist  in  the  species  in  some  state  consiste-ut  with  conformity  to  the  unisihcate  type. 
The  amount  of  silica  in  the  species  of  tlie  Feld-  i  r  ,  v  -  ip  increases  with  the  incrtasnuj  proporUon 
ol  alkali  in  the  mineral,  from  anorthite,  a  Utn-  //,  usuaUy,  a,i?/ a//ja/i,  to  albite  and  ortho- 

clase,  literal  T r is lH cates,  with  the  protoxyd  has  -  -   ■      '  V  'line. 

The  Mico.s  vary  in  the  same  way.  beinu-  unisilicate  strietiy  in  the  species  containing  the  least 
alkali,  and  having  a  higher  proportion  a-  tlie  alkah  uiereas -s,  and  the  highest  in  the  lithia  mica.?, 
in  one  of  which  the  ratio  is  1 :  2.  Tli:'  J/  -  -  Ve  section  of  the  Scapolite  group  is  in  meioaite  strictly 
unisilicate,  without  alkali,  while  //(T..  1j  is  much  alkali  and  more  silica  in  p;oportion  than 
meionite,  and  marialite  (which  like  niizzonite  is  hardly  distinguishable  from  meionite  in  crystallo- 
graphic or  ph3'sical  characters)  is  bisilicate.  witlithe  alkali  constituting  mucli  the  larger  pare  of  the 
protoxyd  bases.  The  Scapolite  section  of  the  ScapoUte  group  illustrates  the  same  point.  The 
special  ratios  for  this  and  each  of  the  preceding  groups  are  stated  in  the  general  remarks  preceduig 
the  section  on  the  Unisihcates. 

Among  Bisilicates,  spodumene  is  closely  related  to  the  Pyroxene  group  in  crystallization  and 
other  characters,  including  the  oxygen  ratio  for  the  bases  and  silica,  although  alumina  and  lithia 
are  prominent  constituents.  Pelalite  has  the  same  crystallization  las  shown  by  Desel' 'iz  'aux  i  and 
the  same  constituents  as  spodumene,  and  therefore  is  also  pyroxene-like  in  its  funilniiieuial  eliar- 
acterisiics  ;  and  yet  it  contains  t^^ice  the  proportion  of  silica,  the  oxygen  ratio  for  LI,  R,  Si  iu 


*  R-  stands  for  2  of  a  monad  element,  as  potassium,  sodium,  lithium,  thallium.  CiBsiura,  rubi- 
dium, hydrogen,  and  R  for  other  basic  elements,  as  already  explained.  See  also  Am.  J.  Sci.,  11. 
xLv  252.  261,  and  Introd.,  p.  xv. 
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spodumene  being  1:4:10,  and  in  petalite  1  :  4:  20.  a  contrast  of  great  interest  in  this  connect  on, 
as  remarked  hy  Descloizeaux.  The  amount  of  silica  in  spodumene  shows  what  is  essential  to  the 
type,  and  therefore  proves  that  both  are  essentially  Bisilicates,  It  diflers  from  petalite  in  that 
the  protoxyd  bases  include  a  little  hiue  and  protoxyd  of  iron  (about  one-twelfth  of  all  the  protoxyds, 
from  the  average  of  the  best  analyses,  those  of  Ramnielsberg,  Hagen,  and  Smith  &  Brush),  while 
in  petalite  they  are  purely  alkaline.* 

The  Feld.-spars,  ;Micas,  and  the  Meionite  and  Scapolite  groups  are  examples  of  a  surplus  of 
silica  in  species  under  the  unisilicate  type,  and  the  Spodumene  group  under  the  bisilicate.  In  each 
the  alkaU  present  appears  to  be  the  determinative  cause.  The  surplus  silica  above  wliat  the  type 
requires  may  have  one  of  the  two  following  conditions  :  Either  it  may  be  (1 )  part  basic  {half  of  it 
under  the  unisilicate  type,  and  one-third  of  it  under  the  bisilicate  type) ;  or  it  may  be  (2)  all  acces- 
sory silica.  The  formula  of  albite,  under  the  unisilicate  type,  to  which  it  is  shown  above  to  be- 
long, would  be  as  follows,  according  to  these  two  methods : 

1st  method  (i  ^sV  + f  ^1+^  SiO"  ^^i=^,  or  Si|ie4||fi  Na^+f /?iy  +  |ySi)2 
2d  method      (i  Xa^  +  f  Mf  Si^  +  3  Si,     or    Sij|e,||(i  Xa^  +  f        +  Si  0)2 

For  other  examples  see  the  formulas  of  the  Unisilicates  beyond  (p. 

From  the  facts  here  explained  it  follows  that  the  Mica  and  Feldspar  groups  should  be  annexed 
entire  to  the  section  of  Unisilicates  ;  and  petalite  to  the  section  of  Bisilicates.  The  intermediate 
silicates  are  thus  mostly  disposed  of  without  the  provision  of  other  sections.  lolite  has  the  0 
ratio  for  bases  and  sihca  of  muscovite  (or  1 :  1^),  and  its  excess  of  silica  above  that  of  the  Unisil- 
icates may  be  of  the  same  nature  as  in  that  species.    The  case  of  nephelite  may  be  similar. 

The  hydrous  species  of  sihcates  are  here  separated  from  the  anhydrous^  as  in  other  divisions  in 
the  classification,  because  the  course  seems  most  convenient  in  the  present  imperfect  state  of 
chemical  science.  There  is  no  criterion  yet  furnished  for  deciding  upon  the  state  of  the  water 
present,  whether  part,  or  all,  or  none,  is  basic;  and  until  chemists  have  some  means  of  reaching 
safe  conclusions  on  this  point,  the  true  relations  of  the  hydrous  and  anhydrous  species  cannot  to 
any  great  extent  be  positively  made  out.  Moreover  there  is  often  doubt  as  to  whether  the  water 
present  is  simply  hygrometric  and  accidental;  or  whether  it  exists  as  a  result  of  incipient  or  ad- 
vanced alteration  of  the  mineral ;  or  whether  it  belonged  to  the  species  from  its  origin ;  and 
these  doubts  still  further  complicate  the  subject. 

In  some  silicates,  as  euclase  for  example,  thj  water  appears  to  be  so  plainly  basic  that  the 
species  have  been  arranged  beyond  with  the  anhydrous  ;  and  this  is  the  beginning  of  a  final 
disregard  of  the  distinction  which  will  probably  before  long  be  warranted. 

In  the  descriptions  of  the  silicates  beyond,  the  chemical  formulas  given  are  those  of  the  old 
system,  as  these  are  equally  intelligible  to  all  chemists.  But  in  the  tables  preceding  the  general 
divisions  of  the  species,  the  new  formulas  are  introduced  as  well  as  the  old. 

Note  on  the  H, story  of  the  Silicates.  In  the  work  of  the  Swedish  mineralogist  "W'allerius,  of  1747, 
silicates  as  such  are  unrecognized,  and  the  only  species  of  those  now  so  called  which  are  described, 
are  the  gems  that  passed  under  the  names  cf  emerald,  beryl,  topaz,  hyacinth,  chrysol'te.  garnet;  clays 
of  various  kinds  and  names  ;  mica,  talc,  serpentine,  araianlhus,  asbestus,  feldspar,  and  the  convenient 
pocket  for  various  undetermined  heavy  stones,  named  Coraeus — the  hornbiXrg  of  the  Swedish 
mineralogist,  and  Roche  de  Come  of  his  French  translator,  and  which  embraced  Skiorl  (Schorl  of 
the  Germans)  as  a  prominent  part  of  it.  Quartz  (Kieselsten,  or  Silex)  in  its  many  varieties,  with 
opal,  made  up  a  large  part  of  the  non-metallic  division  of  the  science,  occupying  '60  pages  out  of 
200.  Feldspar  is  placed  in  the  genus  Spatum,  as^Sjmtar/i  pyrirnacJmm  {or  scintillating  spar)  along 
side  of  finer,  Iceland  spar,  and  heavy  spar  ;  and  sapphire  and  the  other  precious  stones  are  in 
the  group  of  Gems.  All  of  these  species  excepting  feldspar  had  special  names  in  Pliny's  time; 
and  feldspar  is  distinctly  referred  to  in  Agricola  as  "  .Silex  ex  eo  ictu  ferri  facile  ignis  elicitur,  in 
cubis  aliisque  tiguris  iniersectis  constans"  (p.  314,  154G). 

Cron>tedL's  work  of  175S  includes  with  tlie  preceding  the  species  Zeolite,  a  recent  discovery  of 
his  own  (175G);  but  adds  no  otherti.  He  shows  however  his  acumen  in  making  his  group  of 
KieselrArter  (siliceous  minerals)  to  include  not  only  the  varieties  of  quartz,  but  also  feldspar  and 
tiie  gems  above  enumerated  (and  his  adding  to  it  the  diamond  is  not  surprising).  Garnet  and 
sch  rl  are  left  outside,  and  make  the  two  species  of  his  Granat-Arter ;  Mica  (Ghmmer-Arter)  and 
A^/>esius  (Asbest-Arter),  with  Ler-Arter  (clay  minerals),  are  the  other  independent  groups. 
Transparent  tourmahnes  from  Ceylon  were  among  the  gems  of  the  day,  having  been  first  intro* 
duced  into  Europe  in  17U7  or  before,  but  they  are  not  distinctly  mentioned  by  Croustedt  or  AVai' 
lerius. 


♦  See  further  on  this  subject  a  paper  by  the  author  in  Am.  J.  ScL,  II.  xliv.  398,  18b7. 
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The  group  of  Schorl  increased  in  its  varieties  for  the  next  t^venty-five  years,  and  after  that  became 
prolifie  in  species,  and  much  of  the  history  of  mineralogy  is  involved  in  its  various  phases.  The 
following  observations  make,  therefore,  an  introduction  to  the  synonymy  of  many  minerals 
beyond. 

The  Cornells,  or  Honibarg,  of  Wallerius  included  a  variety  of  hard,  cheap  or  worthless  stones, 
rather  heavy,  mostly  of  dark  colors  from  black  to  dull  green.  The  name  alludes  to  a  resemblance 
to  horn  in  the  aspect  of  some  of  the  kinds.  To  Corne'is  Kolkh'S  liolonged  the  massive,  compact, 
flinty  rocks  of  black  and  lighter  shades;  also  petrosilex  (or  IIall<'fi> uta  the  Swedes,  which 
means /rt/se  fl'ut)  of  different  shades;  and  massive  hornblende  ("granulis  compactis"),  though  the 
name  hornblende  was,  by  a  mistake  of  its  German  us^e.  given  by  Wallerius  to  a  black  zinc-blende 
alone.  His  Corneus  fissiUs  embraced  lamellar  forms  of  liornblcnde  and  pyroxene,  and  some  slaty 
rocks.  \Yliite  Gorntus  ( r.hi'il!i>'iJ'i-<  was  his  Skiod.  which  comprised  opaque  tourmalines,  and 
other  prismatic  minerals  of  blaek.  l.r.  )\vn,  green,  and  reddish  colors,  as  hornblende,  actiuolite,  and 
perhaps  pyroxene,  and  at  the  he  ul  of  the  list  basalt,  and  basauite  or  Lydian  stone. 

Croustodi's  Skod  made  up  his  genus  Basalies.  and  was  nearly  synonymous  with  the  Cornens 
cry  stall  izaJ^i.s  of  Wallerius.  Its  varieties  were  beiter  defined ;  and  to  massive,  lamellar,  and  colum- 
nar liorublende,  actinolite  and  pyroxene  and  crystallized  opaqtie  tourmaline  were  added  ;  and  in  an 
appendix  to  the  species,  cruciform  staurotide.  The  name  HornUtiide  is  applied  onh'  to  the  mas- 
sive variety  or  rock  which  Cronstedt  made  a  hole,  and  called  Bolus  inditratis  particulis  dquamosis ; 
it  probably  covered  other  similar  stones. 

J.  Hill  in  his  work  on  Fossils,  published  in  London,  and  according  to  the  title  page  in  1771 
(though  de  Lisle  says  it  was  not  issued  until  1772),  says  of  the  ''Si  .ds,"  that  ''as  to  size  we  see 
them  from  tliat  of  barley  corn  up  to  the  Giant's  Causeway,"  and  the  columns  of  the  latter  he  calls 
''Irish  Shirl,"  or  "Basaltes  Hibernicus."  The  group  contains  also  made  or  chiastolite  from 
Andalusia,  besides  tourmaline,  etc. 

In  the  editions  of  Wallerius  of  1772  and  1778  there  is  a  little  advance  beyond  the  first  as  re- 
gards the  number  and  classification  of  the  species.  Cronstedt  is  followed  in  the  position  of  feld- 
spar, and  in  the  name  "Basaltes  "  for  the  schorls  ;  and  Corneus  is  restricted  to  massive,  fibrous, 
and  coarse  columnar  stones,  among  which  stands  "hornblende"  as  Corneus  spathosus,  and 
'•  trapp  ■'  as  Corneus  trapezius. 

At  this  period  de  Lisle  brought  crystallography  to  bear  on  the  subject.  But  while  making 
known  new  distinctions,  he  did  not  appreciate  their  full  value,  or  the  precision  required  for 
thorough  work.  A 3  a  consequence,  the  group  of  Schorls  (or  Schorls,  as  he  writes  the  word)  in 
his  later  treatise  of  178H,  reached  its  greatest  extension,  althotigh  in  a  partly  divided  state.  He 
early  pronounced  basaltic  columns  no  crystals,  and  dropped  off  this  excrescence.  He  showed  in 
1TT2  that  the  gem  tourmaline,  his  Transparent  rhonihoidal  schorl  was  identical  in  form  with  the 
coannon  black  schorl.  But  still  he  made  the  latter  a  distinct  species,  his  Opaque  rliomhoiclal  schorl, 
and  included  in  it,  along  with  black  or  opaque  tourmaline,  crystals  of  hornblende,  augite,  octahe- 
drite  from  Oisans,  rutile  (needles  in  quartz),  and,  as  a  white  variety,  thin  twins  of  albite,  whose 
relation  to  feldspar  he  did  not  perceive;  and  even  hexagonal  nepholite  from  Yesuvius  has  a 
passing  remark  under  this  head.  Axinite,  then  a  novelty  from  Dauphiny,  was  made  a  short 
lenticular  variety  of  Transpartut  rho//ihotdal  schorl,  or  tourmaline,  rlioniboidal  planes  provhig  to 
his  eye  the  relationship.  The  massive  mineral  called  Hornblende,  or  Roche  de  Come,  referred  by 
Cronstedt  to  Bole,  he  annexes  to  Schorl  as  a  massive  or  semicrystallized  kind,  but  makes  it  a 
separate  species.  Schorl  argileux,  although  apparently  appreciating  that  it  was  little  entitled  to  the 
distinction.  Schorl  cruciforrae  was  his  last  species  in  the  group,  and  to  it  were  referred  both 
andalusite  and  staurohte — the  latter  his  Pierre  de  croix,  with  the  prismatic  angle  of  130^  by  his 
measurement ;  and  the  former.  Made  basaltique,  vrith  an  angle  of  95".  The  garnets  and  schorls 
were  placed  in  a  common  division,  as  done  by  Cronstedt.  and  garnet  was  made  the  first  species, 
with  touruudine  the  second,  and  "  cruciform  schorl "  the  fifth.  G-arnet  included  the  "  white 
garnet,"  as  it  was  called,  of  Yesuvius  (leucite),  first  observed  by  Ferber  in  1772.  Besides  these 
Silicates,  de  Lisle's  work  has  its  several  groups  of  Gems.  Feldspar,  Argillaceous  Minerals  (em- 
bracing mica,  asbestus,  talc,  serpentine).  Zeolite,  and  Quartz.  Labradorite,  from  Labrador  (first 
brought  to  Europe  about  1770),  stands  as  a  variety  of  feldspar,  to  which  it  had  been  referred  by 
Werner;  idocrase,  of  which  many  figures  are  given  by  him  (first  described  and  figured  by 
Cappeler  in  lT2i),  meionite  (hyacintes  blanches),  from  Somma,  and  harmotome  from  Andreas- 
berg  (his  hyacinte  blanche  cruciforrae,  made  calcareous  spar  by  v.  Born  in  1775,  who  first  mentions 
and  figures  it,  but  a  hyacinth-like  siliceous  species  by  Bergmann  in  1780),  are  placed  with  zircon 
as  kinds  of  hyacinth. 

After  de  Lisle,  as  chemistry  and  crystallography  made  progress,  the  disintegration  of  the  great 
Schorl  group  went  rapidly  forward,  until  the  only  thing  left  to  it  was  common  tourmaline ;  and 
now  the  name,  once  so  important,  has  become  a  mere  mineralogical  rehc.  In  Werner's  system 
of  1789,  as  published  by  Hoffmann  (Berjjm.  J.,  i.  369,  1789),  Schorl  includes  only  the  species 
Tourmahne  as  it  now  stands.  The  Kieselarten,  or  Siliceous  species  (commencing  wiili  the  diamond 
still),  comprised  the  different  gems;  among  which  stands  chrysoberyl  (the  modern),  and,  as  distinct 
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species,  axinite,  prehnite,  hornblende  of  various  kinds,  with  feldspar,  mica,  chlorite,  the  clays 
etc. ;  while  under  Talkarten,  or  Magnesian  species,  there  are  kyanite,  actinolite,  with  asbestus, 
talc,  serpentine,  nephrite,  etc. 

Silica  was  first  proved  to  be  a  chemical  constituent  of  many  mineral  species  by  Bergmann;  and 
in  his  Opuscula  (1780)  and  his  Sciagraphia  Regui  Mii-eralis  (1782)  he  distinguishes,  after  analyses 
by  himself  (made  by  fusion  with  potash,  a  method  of  his  own),  the  following  minerals  as  siliceous 
compounds  of  alumina,  with  or  without  lime  or  magnesia,  namely,  topaz,  emerald,  garnet,  schorl 
(black  tourmaline),  hornblende,  mica,  zeolite  from  Iceland,  feldspar,  and  the  clays;  and  as  essen- 
tially magnesian  silicates,  containing  lime  and  a  little  iron,  and  little  or  no  alumina,  actinolite, 
asbestus  (mountain  cork  and  mountain  leather),  amianthus,  steatite.  These  were  the  investiga- 
tions that  commenced  the  disbanding  of  the  schorls,  and  before  Werner's  system  of  1789  was 
published,  many  other  anal3'ses,  more  or  less  imperfect,  had  already  been  made  by  Wiegleb, 
Klaproth,  Achard,  Heyer,  Mayer,  Hopfner,  Pelletier,  and  other  chemists  of  the  day. 

The  word  Schorl  of  the  Germans  has  been  supposed  to  be  derived  from  the  name  of  a  locality 
of  the  mineral,  Schorlau  (meaning  Schorl- village)  in  Germany.  But  Prof.  Naumann  says  (m  a 
recent  letter  to  the  author)  that  it  is  more  likely  that  the  name  is  a  miner's  term  of  unknown 
origin,  and  that  the  village  got  its  name  from  the  occurrence  there  of  the  schorl.  Some  German 
mineralogists  have  pronounced  it  of  Swedish  origin,  and  as  first  used  by  Cronstedt.  But  it 
occurs  in  Briickmaim's  Magnalia  Dei,  pubhshed  at  Braunschweig  in  1727,  on  page  175,  where  it 
is  spelt  schirl.  Jt  exists  also  still  earlier,  as  the  author  has  found,  in  Ercker's  Aula  Subterranea, 
first  published  in  1595,  shmi  and  wolfram  being  spoken  of  as  among  the  rejected  material  in 
aurifL-rous  washings;  and  again  in  the  yet  older  work  of  Gesner,  De  Rerum  Foss.  etc.,  1565,  p. 
87,  where  schurl  (misspelt?  schrul)  is  given  as  the  German  for  Lapiili  nigTi  steriles  "  of  a  thi  vein, 
which,  "  quando  cum  lapillis  plumbi  candidi  [or  tin]  coquuntur  plumbum  consumunt,"  etc.; 
again,  in  Matthesius's  Sarepta,  1562,  in  the  i^th  "Predigt."  where  "Schurl"  is  quite  fully 
described,  and  also,  in  the  next  paragraph,  Wolflfrumb."  The  name  Schorl  (or  Schurl)  was  at 
that  time  used  quite  indefinitely  lor  the  sterile  (or  metallurgically  worthless^  black  little  stones 
("nigri  lapiili")  accompanying  tin  ore  and  gold,  especially  the  former;  and,  as  they  were  among 
the  refuse  of  the  ore-washings.  Adelung  suggests  that  Schorl  may  have  come  from  the  old  Ger- 
man word  Schor,  meaning  iiiipv,rities.  or  rtfuse. 

General  Pijrognostic  Characters  of  the  Silicates.  In  the  systematic  pyrognostlc  examination  of 
silicates,  the  following  points  should  be  particularly  noticed: 

1.  If  in  the  closed  tube  the  substance  prove  hydrous,  the  water  given  out  should  be  tested  as 
to  whether  it  .is  acid  or  alkaline.  If  acid,  this  may  be  evidence  that  the  mineral  contains  fluorine ; 
and  if  alkahne,  that  possibly  the  substance  is  au  altered  mineral.  In  the  former  case,  the  water 
should  be  (a)  tested  wdth  Brazil-wood  paper;  (h)  the  tube  should  be  carefully  observed,  to  ascer- 
tain whether  it  has  been  dimmed  or  etched  by  the  action  of  the  fluorine ;  and,  further  (c),  the  test 
for  fluorine,  by  fusing  in  the  open  tube  with  salt  of  phosphorus,  should  be  employed. 

2.  In  the  examination  B.B.  on  charcoal  it  should  be  noted  that  silicates  containing  much  iron 
become  magnetic;  and  silicates  of  the  oxyds  of  iron,  copper,  etc.,  yield  metallic  buttons  on  fusion 
with  soda.  ^ 

3.  In  examining  the  mineral  in  the  platinum-pointed  forceps^  it  should  always  be  treated  in  O.F. 
to  ascertain  (a)  whether  it  imparts  a  color  to  the  flame ;  and  {h)  its  fusibility,  remembering  that 
some  silicates,  infusible  in  O.F.,  become  fusible  by  a  reduction  of  their  bases  to  a  lower  state  of 
oxydation  in  R.F.  It  is  to  be  noted  that  (c)  only -infusible  and  light-colored  silicates  can  be  tested 
for  alumina  B.B.  with  cobalt  solution,  since  ail  fusible  silicates,  not  containing  metallic  oxyds,  give 
a  cobalt-blue  glass;  {d)  a  small  amount  of  soda  in  a  silicate  may,  by  the  intense  yellow  color  it 
imparts  to  the  liame,  mask  a  much  larger  percentage  of  potash  or  other  alkali,  as  in  the  case  of 
some  varieties  of  potash-feldspar  (orthoclase) ;  (e)  when  silicates,  like  horrnblende,  pyroxene,  or 
garnet,  contain  various  isomorphous  bases,  the  fusibihty  of  the  species  has  a  wide  range ;  in 
garnet,  for  example,  it  varying  from  the  easy  fusibility  of  almaudine  to  the  infusibility  of  ouvaro- 
vite;  (/)  a  few  silicates  react  alkaline  after  ignition  or  fusion. 

4.  In  Irealrnent  vsith  the  fluxes^  it  is  to  be  noted  (a)  that  most  silicates  are  dissolved  in  soda  with 
effervescence,  (b)  If  sulphur  or  sulphuric  acid  is  present,  the  mineral  gives  in  R.F.  a  sulphid 
which  reacts  for  sulphur  when  moistened  and  placed  on  a  surface  of  silver,  (c)  Borax  dissolves 
silicates ;  and  if  they  contain  metallic  oxyds,  the  nature  of  these  oxyds  may  be  determined  by 
treatment  in  O.F.  and  R.F.  {d)  Salt  of  phospliorus  decomposes  almost  all  silicates,  dissolving  the 
bases,  and  leaving  a  gelatinous  skeleton  of  insoluble  silica ;  and  if  metallic  oxyds  are  present,  they 
may  also  impart  a  characteristic  color  to  the  bead  in  O.F.  and  R.F. 
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ARRANGEMENT  OF  THE  SPECIES. 

I.  AMPIIIBOLE  GROUP.    Crystallization  auisometric,  either  orthorhombic  or  clinohedral,  and 
ano-le  of  prism  not  120°. 

(1)  Pyeoxene  Subgroup.  /a/=86°  — 88°.  Composition  R  Si,  or  (R^,  ^5)  Si';  and  when  both 
R  and  R  are  present,  ratio  of      :  K=3  :  1  to  1 :  2. 

a.  Crystallization  orthorhombic.  Optic-axial  plane  normal  to  a  diagonal  section ;  one  bisectrix 
normal  to  the  base.    Contain  little  or  no  lime. 

2U.  Enstatite  i/Lg  Si  Si  eiOiUMg 

235.  Htpersthene        (Mg,  Fe)  Si  Si  e|eo||Mg,  Fe 

236.  DiACLASiTE  (Mg,  Fe,  Oa)  Si  Si  OlOiUMg,  Fe,  €a 

h.  Crystallization  monoclinic.  Optic-axial  plane  normal  lo  a  diagonal  section;  bisectrix  not 
Dormal  to  the  base, 

a  Bases  mainly  or  wholly  protoxyds ;  much  lime ;  little  or  no  alkali. 

237.  WOLLASTOXITE        Ca  Si  SiOIOiliea 

238.  Pyroxene  A.         S  Si  Si  OHeslR 

B.  R  (Si,  ^it)  (Si,  /?Al2)eiie<illR 

/?  Bases  largely  sesquioxyds  ;  little  or  no  lime ;  much  alkali. 

239.  ^girite  (^R3+|3pe)Si='  Si  0||eo||(i  (Nas,  R)  +  i/?Fe) 

240.  ACMITE  (iR^-i-lPe)Si^  Sie||eo||(^(Na2,  R)  +  |/?Fe) 

c.  Crystallization  triclinic.  Optic-axial  plane  not  normal  to  one  of  the  diagonal  sections,  or  tc 
the  base. 

241.  Rhodonite  Mn  Si                                  Si  ei|eo||Mu 

242.  Babixgtonitb  (|  W+i  Pe)  Si^                       Si  ei|eo||(|  R  +  iS¥e) 

(2)  SpoDUiisNE  Subgroup.  /a/=86°-88°.  Composition  (R^,  fj)Si=';  and  R\-R=:l:4;  R 
=  Na,  Li,  with  some  Ca,  Fe  in  Spodumene. 

243.  Spodumexe  (iR^  +  |-^l)Si^  Sie||e,Ili  i  (R:;,  R)  +  P^l) 

244.  Petalite  a.  (i  ]^'  +  f  ^1)  Si'  +  3  Si  Si  0||e...||(.^  R,  +  i /iAl)  +  Si  02 

b.  (I  (i R^+  f  ^1)  + 1  Sif )  Si'         Si Olie^iKI (i  R'.2+-|/?A1)  + 1  ySi) 

(3)  Amphibole  Subgroup,    /a /=1 23°  — 125°  (corresponding  to  i-2  of  Pyroxene  Subgroup). 
a.  Crystallization  orthorhombic.    Optical  characters  as  under  a  above. 

245.  Kupfferite  MgSi  SiO||Ool|Mg 

246.  Anthophyllite      (f  iJig  +  i  Fe)  Si  Si  OlOsKlMg  +  i  Fe) 
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h.  Crystallization  monoclinic.    Optical  characters  as  under  6  above. 

«  Bases  mainly  or  wholly  protoxyds  ;  little  or  no  alkali. 

247.  Amphibole  a.        R  Si  Si  OlOslft 

B.        (R,H)Si  Sie||e2i(H2,R) 

c.      R  (Si,^il)  (Si,  ^^2)  oiie^ift 

P  Bases  largely  sesquioxyds  ;  much  alkali. 

24S.  Arfvedsoxite        (|R^  +  |Pe)Si^  Si  e|e,|(|  (Naj,  R)  +  |/?Fo) 

249.  Crocidolite 

Aijpendix  to  Ampliihole  Group 

250.  WicHTisiTE            ?i^Ii^  +  iK)Si'  Siei|e,|fi(Na.,  R)  +  1/?(A1,  Fg)) 

251.  Glaucophane       (fR^+|Jj)Si3  Sie||e.2|l(|R+|/?R) 

252.  SORDAWALITE        ?    (]Slg,  Fsj^+i  3tl)  Si^  Si  0||e.4(^  (Mg,  Fe)  +  i  0M) 

253.  Tachylyte 


IL  BERYL  GrROUP.    Crystallization  hexagonal ;  not  micaceous. 

254.  Beryl  (i:6eHi3tl)  Si^  Si  OlOslKiBe  +  i /^Al) 

255.  Eudialyte  (|R3  +  iZrf)Si^  Si 0||e2|!(|(Na2,  R)  +  ^ yZr) 


III.  POLLUCTTE  GROUR    Cry staUization  isometric. 

256.  Pollucite  ((5s3,  ^1)  Si^  Si  e|ie2i(Cs.2,  P:^) 

The  fact  of  the  orthorhombic  form  of  some  species  of  the  Amphibole  group  (those  so  charaater 
ized  above)  was  first  ascertained  by  Descloizeaux  through  optical  examination.  Under  Pktalite 
the  formulas  a  and  b  are  those  of  the  two  methods  explained  on  page  204. 


234.  ENSTATITE.  Diallage  metalloidept  K,  Tr.,  1801.  Bronzit  Karst,  Klapr.,  Gehlen's  J., 
iv.  151,  1807;  Karst,  Tab.,  40,  91,  1808;  Klapr.,  Beitr.,  v.  34,  1810.  Blattriger  Anthophyllit 
Wern.,  1808,  Hausm.  Entw.,  1809.  Bronzite.  Chladnite  Shep.,  Am.  J.  Sci.,  IL  ii.  381,  1846. 
Eustatit  Kenng.,  Ber.  Ak.  Wien,  xvi.  162,  1855.    Protobastit  A.  Streng.^  ZS.  G.,  xiii.  71,  1861. 

Orthorliombic.  lAl=Sr  and  93°,  Keiiiigott ;  88°  and  92°,  Descloizeaux. 
Observed  planes  :  7a  f  2  =  133°  30', /A        136°  SO'.  Cleavage: 

/,  easy ;  i-l,  less  so.  Sometimes  a  fibrous  appearance  on  the  cleavage- 
surface.    Also  massive  and  lamellar. 

H.=5-5.  G.==3-l-3'3;  3*19,  Yosges,  Damour.  Lustre  a  little  pearly 
on  cleavage-surfaces  to  vitreous ;  often  metalloidal  in  the  bronzite  variety. 
Color  grayish-white,  yellowisli-white,  greenish-white,  to  olive-green  and 
brown.  Streak  uncolored,  grayish.  Double  refraction  positive ;  optic-axial 
plane  br  achy  diagonal ;  axes  very  divergent. 

Oomp.,  Var.— Mg  Si,  or  (Mg,  Fe)  Si ;  the  Fe  atomically  not  over  one-fourth  of  the  protoxyds. 
Mg  Si  =  Silica  60,  magnesia  40=100. 

Yar.  1.  With  little  or  no  iron ;  Eastatite.  Color  white,  yellowish,  grayish,  or  greenish-white; 
lustre  pearly-vitreous;  G.  =  3-10— 3-13.  Chladnite,  which  makes  up  90  p.  c.  of  the  Bishopville 
meteorite,  belongs  here  and  is  the  purest  kind. 
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2.  Ferriferous ;  Bronzik.  Color  grayish-green  to  olive-green  and  brown ;  lustre  of  cleavage- 
surface  adamantine-pearly  to  submetallic  or  bronze-like.  Ratio  of  Mg  to  other  protoxyds  in 
anal.  3,  11 J  :  1  ;  in  4,  8  :  1 ;  in  5,  6^  :  1 ;  in  6,  4^  :  1 ;  in  7,  5|  :  1 ;  in  9,  4| :  1  ;  in  11  (the  so-called 
protobastiie),  4|  :  1. 

Analyses :  I.,  1,  v.  Hauer  (Ber.  Ak.  Wien.  xvi.  165) ;  2,  J.  L.  Smith  (Am.  J.  Sci.,  II.  xxxviii.  225); 
II.  3,  Pisani  (Descl.  Min.,  i.  537);  4,  Daraour  (Descl.  Miu.,  i.  45);  5,  6,  v.  Kohler  (Pogg.,  xiii. 
101);  7,  8.  Regnault  (Ann.  d.  M.,  III.  xiv..  147),  9,  v.  Kobell  (J.  pr.  Ch.,  xxxvi.,  308);  10,  Gar- 
rett (Am.  J.  Sci.,  II.  XV.  333);  11,  12,  A.  Streng  (ZS.  G.,  xiii.  73,  B.  H.  Ztg.,  xxiii.  54): 


Si 

I.     1.  Aloysthal,  East  56-91 


2.  Chladniie  (f)  59'97 

n.     3.  LeiperviUe  57-08 

4.  Yosges  (f)  56-70 

5.  Stempel  57-19 

6.  Ultenthal  56-81 

7.  "  55-84 

8.  Styria  56-41 

9.  Greenland  58-00 

10.  Texas,  Pa.  55-45 

11.  Harzburg  53-45 

12.  "  54-15 


^1 

Fe 

Mn 

Mg 

2-50 

2-76 

35-44 

 0-40 

39  37 

0-28 

5-77 

35-59 

0-60 

7-72 

33-63 

0-70 

7-46 

0-35 

32-67 

2-07 

8  46 

0-62 

29-68 

1-09 

10-78 

30-37 

6-56 

3-30 

31-50 

1-33 

10-14 

1-00 

29-66 

1-13 

9-60 

0-98 

31-83 

3-71 

8-54 

0-16 

30-86 

3-04 

12-17 

28-37 

Ca  fi: 

  1-92  =  99-53  Hauer. 

 ,Xa,K,  Li  0-74=100-48  8. 

  0-90=99-62  Pisani. 

  1-04  =  99-07  Daraour. 

1-  30    0-63  =  100-30  Kohler. 

2-  19    0-22  =  100-05  Kohler. 

  1-80  =  99-88  Regnault. 

  2-38=100-15  Regnault. 

 =100-13  KobeU. 

   =98-99  Garrett. 

2-19    0-87,  €r  0-S9,  Fe  €r  0-07  = 
100-74  Streng. 
2-37    0-49  =  101 -34  Streng. 


G.,  anal.  5,  fr.  Stempel  near  Marbourg,  3-241 :  6,  fr.  Seefeldalpe  in  the  Ultenthal  Tyrol,  3.258; 
6,  ib.,  3-241 ;  8,  fr.  serpentine  of  Gulsen  near  Kraubat  in  Styria,  3-125;  II,  from  a  rock  at  Baste, 
Harz,  called  melaphyre,  3-29. 

Pyr.,  etc. — B.B.  almost  infusible,  being  only  slightly  rounded  on  the  thin  edges  ;  F.  =  6.  Insolu- 
ble in  muriatic  acid. 

Ob.s. — Occurs  near  Aloysthal  in  Moravia,  in  serpentine  (the  variety  had  been  considered  scapo- 
lite  I :  at  the  W.  base  of  Mt.  Bresouars  in  the  Yosges,  olive-green,  in  serpentine ;  in  Pennsylvania, 
at  LeiperviUe  and  Texas ;  at  Kupferberg  in  Bavaria ;  at  Baste  in  the  Harz  {Protohadite) ;  and  at 
tiie  other  localities  mentioned.  The  bronzite  also  of  Lettowitz  and  Goldenstein  in  Moravia,  of 
A.lpstein  near  Sontra  in  Hesse,  of  Cape  Lizard  in  Cornwall,  may  belong  here  according  to  Des- 
cloizeaux ;  but  their  chemical  and  optical  characters  are  not  yet  ascertained.  The  brown  pyrox- 
ene-like mineral  which  is  a  prominent  constituent  of  the  rock  called  Lhtrzolite.  from  the  depart- 
ment of  Arriege,  France,  is  referred  liere  by  Descloizeaux. 

The  bronzite  of  LeiperviUe  afforded  Descloizeaux  prisms  of  87°  and  93';  and  that  of  Texas, 
half  a  mile  W.  of  the  village,  occurs  in  large  fohated  and  fibrous  masses ;  neither  is  submetallic 
in  lustre.    Descloizeaux  first  defined  the  Umits  of  this  species,  as  here  laid  down. 

Xamed  from  'e.fr-dmc,  an  opponent^  because  so  refractory.  The  name  hronzite  has  priority,  but 
a  bronze  lustre  is  not  essential,  and  is  far  from  universal.  Shepards  chladniie  was  so  imper- 
fectly and  incorrectly  described  that  the  name  cannot  claim  precedence  ;  he  made  it  a  tersihcate 
of  magnesia  (1.  c). 

Alt. — Bastite  or  Schiller  spar,  the  original  from  Baste  in  the  Harz,  is  regarded  by  Streng  as 
altered  protobastite  or  bronzite.  G,  Rose  long  since  pronounced  it  a  result  of  the  alteration  of 
some  mineral  of  the  pyroxene  group.  Phcestine  Breith.  is  stated  by  Breithaupt  to  be  altered 
bronzite  or  bronze-Hke  pyroxene.    Enstatite  occurs  altered  to  talc.  See  Bastite,  p.  469. 

235.  HYPER STHENE.  Labradorische  Hornblende  (fr.  L  St.  Paul)  Wern.,  Bergm.  J.,  376, 
391,  1789.  Diallage  metalloide  pt.  Tr.,  1801.  Hypersthene  K,  Ann.  Mus.,  ii.  17,  1803. 
Labrador  Hornblende;  MetaUoidal  Diallage  pt.  Pauht  Werre.,  1812,  Hoflfm.  Min.,  ii.  2,  143, 
1815. 

I  Orthorhombic.  I A  7=86°  30'  and  93°  30'.  Cleavage  :  i-i  perfect,  /  and 
{-1  distinct  but  interrupted.    Usually  foliated  massive. 

H.  =  5— 6.  G.=::3-392.  Lustre  somewhat  pearly  on  a  cleavage-surface, 
ana  sometimes  a  little  metalloidal.  Color  dark  brownish-green,  grayish- 
black,  greenish-black,  pinchbeck-brown.    Streak  grayish,  brownish-gray. 
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Translucent  to  nearly  opaque.  Brittle.  Optic-axial  plane  braclijdiagonal ; 
axes  verv  divero-ent :  bisectrix  neo-ative. 

Comp.— (Mg,  Fe)  Si.  Fe  to  Mg=l  :  2  or  above  this ;  in  anal.  1,  1:1-8;  in  2,  1  : 1-4  —Silica 
54-2,  protoxyd  of  iron  21-7,  magnesia  24-1  =:100.  Analyses:  1,  Damour  (Ann.  d.  M.,  lY.  v.  157)  ; 
2,  Muir  (Thorn.  Min.,  i.  202);  3,  4,  Hunt  (this  Min.,  4th  ed.,  and  Rep.  Geol.  Can.,  1863,  468;  5, 
Streng  (B.  H.  Ztg.,  xxiii.  54 j; 


1.  Labrador 

2.  Skye 

3.  Chateau  Richer 
4. 

5.  Harzburg 

Breithaupt  gives  for  //\/iu  the  bronzite  of  Fichtelgebirge  88^  and  92°. 

Pyr.,  etc. — B.B.  fuses  to  a  black  enamel,  and  on  charcoal  yields  a  magnetic  mass.  Partially 
decomposed  by  muriatic  acid. 

Obs. — Ilypersthene  occurs  at  Isle  St.  Paul,  Labrador  (anal.  1);  at  Chateau  Richer  and  St. 
Adeie.  Mille  Isles,  Canada  (anal.  3,  4),  grayish-black  and  brown,  with  the  laminae  curved;  at  the 
Isle  of  Skye  (anal.  2);  in  Greenland;  at  Farsund  and  elsewhere  in  Xorway;  and  reported  also 
from  Peuig  in  Saxony ;  Ronsberg  in  Bohemia ;  the  Tyrol ;  Elfdalen  in  Sweden ;  jSTeurode  in  Si- 
lesia ;  in  Thuringia ;  the  Fichtelgebirge ;  Voigtland. 

It  is  often  associated  with  labradorite,  constituting  a  dark- colored,  granite-like  rock,  called 
Hyperyte. 

Xamed  from  'vzip  and  o-fltVoc,  very  strong,  or  tough. 

236.  DIACLASITE.  Gclber  Schillerspath  Freiesleden,  Schill.  Foss.  Baste,  13,  1794.  Talkart- 
iger  Hornblende,  Ilausra.,  Xordd.  Beitr.  B.  H.,  i.  15,  1806.  Diaklas -Srei!!7i.,  Char.,  58,  1823.  Di- 
aklasit  Hausm.,  Handb.,  498,  1847. 

Orthorliombic.  I A  /=93°  and  87°.  Observed  planes  :  /,  i-i,  and  1, 
often  in  hexagonal  plates.  Cleavage  :  i-i  perfect ;  i-i  imperfect.  Foliated 
massive. 

H.=3*5— 4.  G.=3'054,  Koliler.  Lustre  pearly  and  metalloidal  on  a 
cleavage-face.  Color  brass-yellow,  green isli-gray.  Streak  greenisli-gray  or 
nearly  uncolored.  Transparent  in  thin  lamince,  translucent.  Feel  some- 
what greasy.  Brittle.  Optic-axial  plane  z-z,  axes  very  divergent ;  bisectrix 
negative. 

Comp.— (%,  Fe,  Ca)  Si,  Kohler.  Analyses:  1,  Kohler  (Fogg.,  xiii.  101);  2,  A.  Streng(B.  H. 
Ztg.,  xxiii.  54) : 

Si       ^1       Fe     Mn     iSTg       ta.  H 

1.  Baste  53-74    1-33    11-51    0-23    25-09    4-73    3-76  =  1 00-39  Kohler. 

2.  Harzburg     53  31    7-49     8-14    25-37    3-56    1-55,  alk.  0-58,  -Gr  0-29  =  101 '73  Streng. 

Pyr.,  etc. — Same  as  for  bronzite. 

Obs. — In  crystals  or  foliated  masses  imbedded  in  serpentine  rock  at  Baste  near  Ilnr/burg, 
associated  with  euphotide ;  also  from  the  gneiss  mountains  of  Guadarrama,  Spain.  Resembles 
bronzite,  but  the  plane  of  the  optical  axis  is  macrodiagonal  instead  of  brachydiagonal. 

237.  WOLLASTONITE.  Tafelspath  (fr.  Dognatzka)  Stiitz,  Neue  Einr.  Nat.  samml.  Wien, 
144,  1793.  Tabular  Spar.  Schaalstein  Wern.,  1803,  Ludwig's  Min  Wern.,  ii.  212,  1804,  Moha 
Null  Kab.,  11.  1,  1804.  Wollastonite  K,  Tr.,  1822.  Yilnite  (fr.  Yilna)  Horodeki,  Descl.  Min.,  ii.  554. 

Monoclinic.  (7=69°  48',  IaI=S7°  28',  0  A  2-i=lS7°  48' ;  a  :  h  :  c= 
0'4338  : 1  :  0'89T89.  Observed  planes,  0  ;  vertical,  i-i,  i-^,  /,  ^-f,  i-^  ; 
clinodome,  2-^ ;  homidomes,  3-i,6-i,  —^-h  —'^-h  —^-^l  hemi- 


Si  Xl  Fe  Mn  Mg      Ca  H 

51-36  0-37  21-27  l':V2  21-31  3-09   =98-72  Damour. 

51-35    33-92    l]-n9  1*84  0-50  =  98-70  Muir. 

51-05  3-70  20-56    22-59  1-68  0-10  (ign.)= 99-93  Hunt. 

51-S5  3-90  2(1-20     ir.  21-91  ]-60  0-20  (ign.)=99-66  Hunt. 

52•^8  3-90  18-23    22-22  3-55  0-56=  101-34  Streng. 
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octahedral,  2, 
but  with  the  edo-e 


9..h   _9  _0-?> 


— Fig.  201  in  the  pyroxene  or  normal  position, 

   0 /i-i  the  obtuse  edge  ;  f.  202  in  the  position  given  the 

crystals  by  authors  who  make  i-i  the  plane  0^  and  %l  the  plane  /. 


(9A-l-^=160°  30' 
6>  A -3-^=139  53 
6>  A -5-^=130  42 
6^Al-^=154  25 
OhZ-i=114.  16 
O^i-i=110  12 

201 


^'-^A— 1-^=129°  42' 
^-^A— 3-^r=rl50  19 
^-^A— 5-^=159  30 
^-^A3-^=135  32 
^-^Al-^=95  23 
^-^A— 2=rl32  54 
^-^A2=93  52 


^'-^  A  1 

i-i  A 


:111°  48' 

77  56 
^"-^  A  —2-2  =  120 
^-^'A-^f^llS  8 
^-^A^-2=:115  34 
^-^A/=:133  44 


202 


50 


Vesuvius. 

Karely  in  distinct  tabular  crystals.  Cleavage  :  0  most  distinct ;  i-i  less 
so;  l--^  and  — 1-i  in  traces.  Twins:  composition-face  i-i.  Usually  cleav- 
able  massive,  with  the  surface  appearing  long  fibrous,  fibres  parallel  or  re- 
ticulated, rather  strongly  coherent. 

H.=:4-5-5.  G.=2-78-2-9;  2-7S5-2-895,  United  States,  Thomson; 
2*805,  Haidinger.  Lustre  vitreous,  inclining  to  pearly  upon  the  faces  of 
perfect  cleavage.  Color  white,  inclining  to  gray,  yellow,  red,  or  brown. 
Streak  white.  Subtransparent — translucent.  Fracture  uneven,  sometimes 
very  tough.  Optic-axial  plane  ^-^  ;  divergence  70°  40' for  the  red  rays  ; 
bisectrix  of  the  acute  angle  negative  ;  inclined  to  a  normal  to  i-i  57°  48', 
and  to  a  normal  to  0  12°,  Descl. 

Comp.—Ca  Si = Silica  51-7.  lime  48-.3  =  100.  Analyses:  1,  Stromever  (Untersuch..  1.  356); 
2.  H.  Rose  (Gilb.  Ann.,  Ixxii.  70) ;  3,  v.  KobelUJ.  pr.  Cli.,  xsx.  469) ;  4,  Weidling- ,  CEf.  Ak.  Stockli., 
1844.  9->);  5,  Bonsdorfif  (Schw.  J.,  xxxiii.  368);  6.  Rammelsberg:  (Posjg..  Ixxvii.  26."));  7.  Wiehage 
(Ramm.  Min.  Ch..  450) ;  8,  M.  F.  Pleddle  (PhiL  Mag.,  IV.  ix.  452) ;  9.  W.  Hampe  (B.  H.  Ztg.,  xx. 
267);  10,  Yauuxem  (J.  Ac.  Philad.,  ii.  182);  11,  Seybert  (Am.  J.  Sci..  iv.  320);  12,  Morton  (Ann. 
PliQ..  1827);  13,  Beck  (Min.  X.  Y,  271);  14,  15,  J.  D.  mitney  (J.  Soc.  X.  H.  Boston,  v.  486) 
16.  Bunce  (This  Min.,  3d  ed.,  696): 


Si 

Fe 

Mg 

Oa 

H 

1.  Cziklowa 

51-45 

0-40 

47-41 

0-08,  ^n  0-26=  Strom. 

2. 

Perhoniemi 

51-60 

46-41 

 \  gaugue  1-11  =99-12  Rose. 

3. 

C.  di  Bove 

51-50 

0-55 

45-45 

2-00=99  50  Kobell. 

4. 

(xockum 

50-72 

0-S5 

0-88 

43-80 

 .  Mn  0-33,  Ca  C  2-73  TVeidl. 

5. 

Skrabbr.le 

52  58  FeO-13 

0-68 

44-45 

0-99  =  99-83  Bonsdorff. 

6. 

HarzbUrg 

53-01 

1-04 

44-91 

1-59  =  100-55  Ramm. 

7. 

Vesuvius 

51-90  Fe0-96» 

0  65 

46-44 

 =99-95  Wiehage.' 

8. 

Mourne  Mts. 

50-43 

0-84 

0-39 

43-92 

1-36,  C  2-37'^  =  99-31  Heddle. 

a 

With  Mn. 

^  From  mixed  calcite. 
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oi          X  e 

mg 

9. 

Auerbach        52-01  3Pe  0  93 



46-74 

10. 

W  iliSDorougn  oio*        i  do 
51-0     "  1-3 

11. 

46-0 

12. 

Bucks  Co.,  Pa.  51-50   "  1-00 

44-10 

13. 

Diana             51-90    "  0-25 

47*55 

14. 

Cliff  mine        49 -u9   

o-u 

46-38 

15. 

"               49  06   

44-87 

16. 

GrenviUe,Can.  53-05  Fe  1-20 

4574 

 ,  ^1  1-87  =  101-55  Hampe. 

 =100-02  Yanuxem. 

1-  0=99-3  Sejbert. 
0-75  =  97-35  Morton. 

 =99-70  Beck.  # 

2-  96,  Mn  0-48,  Al  0-23  "WTiitney. 
[2  96],  "  0-93  "  1-28  Whitney. 
 =99-99  Bunce. 


Pyr.,  etc. — In  the  matrass  no  change.  B.B.  fuses  easily  on  the  edges ;  -uitli  some  soda,  a 
blebby  glass,  with  more,  swells  up  and  infusible.  AYith  muriatic  acid  gelatinizes;  most  varieties 
effervesce  slightly  from  the  presence  of  calcite. 

Obs. — Wollastouite  is  found  in  regions  of  granite  and  granular  Umestone ;  also  in  basalt  and 
lavas. 

Occurs  in  the  copper  mines  of  Cziklowa  in  Hungary ;  at  Dognatzka  and  Nagyag ;  accompanying 
garnet,  fluorite,  and  native  silver,  in  limestone,  at  Pargas  in  Finland,  and  Kongsberg  in  Norway; 
occurs  at  Perhoniemi  and  Skrabbole,  Finland;  at  G-ockum  in  Sweden;  at  Yilna  in  Lithuania 
(vilnite) ;  at  Harzburg  in  the  Harz ;  at  Auerbach,  in  granular  limestone ;  at  Vesuvius,  rarely  in  line 
crystals ;  of  a  greenish- white  color  in  lava  at  Capo  di  Bove,  near  Rome ;  in  Ireland,  at  Dimmore 
Head,  on  the  shores  of  the  Mourue  Mts. 

In  the  United  States,  in  iV.  York,  at  Willsborough,  forming  the  sides  of  a  large  vein  of  garnet, 
traversing  gneiss;  at  Lewis,  10  m.  south  of  Keeseville,  with  colophonite,  abundant;  ^  m.  X.  of 
Lewis  Corners,  with  garnet  and  quartz;  at  Roger's  Rock,  near  the  line  between  Essex  and 
"W'arren  Cos.,  with  garnet  and  feldspar;  Diana,  Lewis  Co.,  about  1  m.  from  the  Xatural  Bridge, 
in  abundance,  in  large  white  crystals ;  at  Booneville,  Oneida  Co..  in  boulders,  with  garnet  and 
pyroxene.  In  Penn.,  Bucks  Co.,  3  m.  W.  of  Attleboro',  associated  with  scapolite,  pyroxene,  and 
sphene.  In  Mich.,  of  a  red  color  at  the  Cliff  Mine,  Kewenaw  Point,  Lake  Superior,  and  on  Isle 
Royale,  a  very  tough  variety,  but  now  exhausted.  In  Canada,  at  Grenville,  with  sphene  and 
green  coccolite ;  at  St.  Jerome  and  Morin,  C.  E  ,  with  apatite,  in  large  tabular  masses  of  a  fibrous 
structure. 

Scacchi  obtained  from  Yesuvian  crystals  (f.  202)  i-i  A  3-^■=135^  29',  i-i  A  l-z=95°  26',  i-i  A 
=  78'  2',  i-i  ,\  1  =  111^  46'. 

The  form  2-i  is  usually  made  the  vertical  prism  I,  with  I,\  7=95°  36'  (or  35').  But  the  crystals 
in  the  position  above  given  exhibit  the  near  isomorphism  with  pyroxene. 

Named  after  the  EngUsh  chemist,  Wollaston ;  also  called  tabular  spar  from  its  lamellar  forms 
and  structure. 

The  soda-toMlar  spar  of  Thomson,  from  near  Kilsji;h,  is  pectolite. 

237 A.  Edelforsite.  (Kalksilikat  fr.  ^delfors,  Kalktrisihkat,  Hisinger,  Ac.  H.  Stockh.,  1838, 
191,  1839.  Edelforsit  v.  Kob.,  Grundz.,  202,  1838,  ^delforsit  Erdmann.)  Forchhammer  has 
shown  (Danske  Ac.  Forh.,  Ap.  1864)  that  Hisinger's  mineral  is  an  impure  wollastonite,  containing 
some  quartz  and  feldspar,  with  often  carbonate  of  hme  and  garnet.  It  occurs  compact,  part 
feathery  fibrous,  and  part  without  any  distinct  crystalline  structure.  H.  of  portions  4;  yet 
in  other  parts  giving  sparks  with  the  steel,  showing  a  hardness  of  6 — 7.  G.  =  2-584,  Hisinger; 
3-0,  V.  Kobell.  Color  white,  grayish-white,  or  with  a  tinge  of  yellow.  Hisinger  and  v.  Kobell 
have  analyzed  the  mineral,  and  made  it  a  distinct  species ;  yet  their  results  are  considerably  dis- 
cordant, hke  their  determinations  of  the  sp.  gr.  They  obtained :  1,  Hisinger  (1.  c.) ;  2,  v.  Kobell 
(J.  pr.  Ch.,  xci.  344) : 

Si  3Pe         Fe        ilg  Ca 

1.  57-75       3-75       1-00    4-75       30-16,  Stn  0-68=98-06  Hisinger. 

2.  61-36       7-00    2-70       8-63       20-00,  Mn  ^?-.  =  99-69  Kobell. 

Hisinger  deduced  the  formula  Ca^  Si^,  and  v.  KobeU  9  R'  Si^-^^P  Sil 

The  edelforsite  (tf  Gjellebak  in  Norway  has  also  been  shown  by  Forchhammer  (1.  c.)  to  be 
essentially  wollastonite.  Hisinger  obtained,  as  the  mean  of  two  analyses,  Si  43*368,  Ca  38*433, 
Mn  4-962,  Fe  1*434,  C  11'368.  It  has  the  aspect  of  tremolite.  Forchhammer  has  found  "oken- 
ite  "  of  N.  Greenland  ( Asbestagtig  Okenit  Dr.  Rink)  to  be  wollastouite. 

233.  PYROXENE.  Corneus  pt.  Wall,  138,  1847.  Basaltes  pt.  Cronst,  68,  1758.  Schorl 
noir  de  Lisle,  Crist.,  265,  1772 ;  Schorl  noir  en  prisme  a  huit  pans  termine  par  une  pyramide 
diedre,  etc.  (fr.  vole.  Yivarais)  Faujas,  Yolc.  Yiv.,  89,  fig.  D,  1778.  Schorl  oct.  obliquangle 
tronque  [made  a  distinct  species]  Demeste,  Lett.,  i.  382,  1779.  Schorl  opaque  rhoraboidal  pt. 
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Schorl  opaque  qui  paroissent  deriver  d'un  octaedre  rhomboidal  (fr.  vole.  Auvergne,  Yesuv., 
Tiv.,  Etna),  de  Lisle,  Crist.,  ii.  396,  407,  415,  figs.  12,  13,  14  (twin),  IT,  18,  pi.  Y.,  1783.  Augit 
(fr.  vole.)  Wern.,  Freiesleben  iiiBergm.  J.,  243,  1792.  Yoleanite  Delameth.,  Sciagr.,  11,  401,  1792. 
Pyroxene  (fr.  Etna,  Arendal,  etc.)  5!,  J.  d.  M.,  v.  269,  1799  ;  Tr.,  iii.  1801.  Pentaklasit  ^aw^m., 
Handb.,  687,  1813. 

Monoclinic.  (7=73^  59',  /A/=S7°  o\  6>a24=131°  17';  a\l\c^ 
0'51:12  ;  1 :  O'QISIG.  Observed  planes  :  0  ;  vertical,  /,  i-%  i-t,  i-o,  i-f,  i-S, 
?-2,  i-2,  ^-3  ;  hemidomes,  l-z',  2-^,  3-^,  —^-i,  — 3-^,  — 5-^;  clinodomes, 

14,  24,  44;  pyramidal,  i,  |,  1,  f,  |,  2,  3,  -i,  -1,  -|,  -2,  -f,  -3,  -4; 
1-3,  f-3,  -1-3,  -4-2;  -6-f,  -o-f,  2-2,  f-2,  -2-2,  -4-2,  3-3,  -3-3,  0-5, 
-t-5. 
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Long  Pond. 


0  A  7=100°  or  0  A  14=150°  20'  i-i  A  7=133°  33' 

0  A  — 1-^=155  51  OA  i-\  =  dO  i-i  A  ^-2  =  115  25- 

(9  A  l-z=14S  35  /A  1=121  14  ^'4  A^-3=107  35 

0  A  34=109  31  /A  2  =  144  35  ^-2  A^-2,  ov.  z-2',  =  124  30 

O  A  ^'4=106  1  /A  —1  =  134  48  i-2hi-%  ov.  ^-?:,=50  50 

6>  A  i=16S  13  J  A  -2  =  150  51  i-\  A  -3-3=143  34 

6>  A -1  =  146  9  24A2-^,  ov.  6>,  =  82  34   1  A  1  =  120  32 

0  A  -2=130  6  i-i  A  — l-t=130  10  2  A  2=95  30 

0  A  1  =  137  49  ^*4  A  14=105  24  —1  A  —1=131  24 

0  A  2=114  28  i-i  A  ^-2  =  152  15  —2  A  -2=111  10 
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Cleavage  :  Zratlier  perfect,  often  interrupted ;  i-i  sometinies  nearly  perfect ; 
i-\  imperfect ;  0  sometimes  easy.  Crystals  usually  thick  and  stout.  Twins  : 
composition-face  i-i  (f.  214).  Often  coarse  lamellar,  in  large  masses,  paral- 
lel to  O  or  i-i.  Also  granular,  particles  coarse  or  fine  ;  and  fibrous,  fibres 
often  fine  and  long. 

H.  =5— 6.  G.=3*23— 3'5,  Lustre  vitreous,  inclining  to  resinous  ;  some 
pearly.  Color  green  of  various  shades,  verging  on  one  side  to  white  or 
grayish- white,  and  on  the  other  to  brown  and  black.  Streak  white  to  gray 
and  grayisli-green.  Transparent — opaque.  Fracture  conchoidal — uneven. 
Brittle.  In  crystals  from  Fassa,  optic-axial  plane  i-\ ;  divergence  110°  to 
113°  ;  bisectrix  of  the  acute  angle  positive,  inclined  51°  6'  to  a  normal  to 
i-i  and  22°  55'  to  a  normal  to  (9,  Descl. 

Comp,,  Var. — Bisilicate  of  different  protoxyd  bases,  under  the  general  formula  R  Si ;  these 
bases  (S)  being  lime  (Ca),  magnesia  (Mg),  protoxyd  of  iron  (Fe),  protoxyd  of  manganese  (Mn), 
and  sometimes  potash  (K),  soda  (Xa),  and  oxyd  of  zinc  (2n).  Usually  two  or  more  of  these  Ijasea 
are  present.  The  first  three,  lime,  magnesia,  and  protoxyd  of  iron,  are  most  common  ;  but  lime  is 
the  only  one  that  is  present  always  and  in  large  percentage. 

Besides  the  substitutions  of  different  protoxyd  bases  for  one  another,  these  same  bases  are  at 
times  replaced  by  sesquioxyd  bases  (3cl,  Fe,  Mn),  though  sparingly;  and  the  sihca  occasionally  by 
alumina.  The  species  has  therefore  the  general  formula  (!&^,  K)  (Si,  i^l*)^  which  may  also  be 
written       W)  (Si,  ^1*). 

The  varieties  proceeding  from  these  isomorphous  substitutions  are  many  and  diverse  ;  and  there 
are  still  others  depending  on  the  state  of  crystallization.  The  foliated  and  fibrous  kinds  early 
received  separate  names,  and  for  a  while  were  regarded  as  distinct  species.  Fibrous  or  columnar 
forms  are  very  much  less  common  than  in  hornblende,  and  lamellar  or  foliated  kinds  more  com- 
mon.   The  crystals  are  rarely  long  and  slender,  or  bladed,  like  those  of  that  species. 

The  name  Pyroxene  is  from  irvp,  fire,  and  ^ivos,  stranger,  and  records  Hauy's  idea  that  the  mine- 
ral was,  as  he  expresses  it,  "a  stranger  in  the  domain  of  fire,"  whereas,  in  fact,  it  is,  next  to  the 
feldspars,  the  most  universal  constituent  of  igneous  rocks.  This  error,  however,  was  more  than 
counterbalanced  by  Haiiy's  discovery  of  the  true  crystallographic  distinction  of  the  species,  which 
led  him  to  bring  together,  under  this  one  name,  what  Werner  and  others  had  regarded  as  distinct 
species.  The  name,  therefore,  is  properly  the  name  of  the  species,  while  Auyiie  is  only  entitled 
to  be  used  for  one  of  its  varieties. 

The  most  prominent  division  of  the  species  is  into  (A)  the  non-aluminous;  (B)  the  aluminous. 
But  the  former  of  these  groups  shades  imperceptibly  into  the  latter. 

These  two  groups  are  generally  subdivided  according  to  the  prevalence  of  the  magnesia,  lime, 
protoxyd  of  iron,  or  protoxyd  of  manganese,  or  of  two  or  three  together  of  these  protoxyd  bases. 
Yet  here,  also,  the  gradation  from  one  series  to  another  is  in  general  by  almost  insensible  shades 
as  to  composition  and  chemical  characters,  as  weU  as  all  physical  qualities. 

I..  COOTAINING  LITTLE  OR  NO  ALUMINA. 

I.  Lime-Magnesia  Pyroxene ;  Malacolite.  (Basaltes  spatosus,  y  hwit.,  pt.,  Cronstedt,  68,  1*758. 
.  Malacolit  Abildgaard  (Ann.  Ch.,  xxxii.  1800);  Delameth.,  J.  de  Phys.,  11  249,  1800.  Alalite, 

Mussite,  Bonvoisin,  ib.,  409,  May,  1806.  Diopside  (fr.  Ala)  K,  J.  d.  M.,  xx.  65,  1806.  White 
Coccohte.  Traversellit  Scheerer,  Pogg.,  xciii.  109,  1854.)  Color  white,  yellowish,  grayish-white 
to  pale  green.  In  crystals  :  cleavable  and  granular  massive.  Sometimes  transparent  and  color- 
less. G.=3*2-^3*38.  Contains  hme  and  magnesia,  with  less  than  4  p.  c.  of  protoxyd  of  iron. 
Formula,  (Ca,  iSlg)  Si.  Anal.  1  corresponds  to  (^Oa  +  |Mg)  Si;  anal.  2--7  to  (^  Ca+^Mg)  Si= 
Silica  55-7,  magnesia  18*5,  lime  25-8. 

a.  Malacolite,  as  originally  used,  included  a  bluish-gray,  grayish-green,  and  whitish  translucent 
variety  from  Sala,  Sweden. 

b.  Alalite  occurs  in  broad  right-angled  prisms,  colorless  to  faint  greenish  or  clear  green,  usually 
striated  longitudinally,  and  came  originally  from  Mt.  Ciarmetta,  in  the  Mussa  Alp. 

c.  TraverseUite,  from  Traversella,  occurs  in  similar  long  glassy  crystals,  usually  rectangular 
(planes  i-i,  i-i),  much  striated  longitudinally,  often  clear  green  at  one  end  and  colorless  at  the 
other ;  cleavage  parallel  to  I,  perfect. 

d.  Mussite  is  white,  grayish-white,  and  apple-green  (according  to  Bonvoisin's  original  descrip- 
tion), and  occurs  in  prismatic  implanted  crystals,  and  also  in  masses  made  up  of  aggregated  crys- 
tals, the  obtuse  prismatic  edge  rounded,  and  with  cleavage  parallel  to  the  base.  Named  from  tha 
locality,  the  Mussa  Alp  (or  elevated  plane  of  the  Mussa). 
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The  optical  characters  of  nialacolite  arc  as  stated  near  top  of  the  preceding-  page.  Descloizeaux 
found  the  axial  divergence  in  a  crvstal  from  Ala  for  the  red  rays  as  observed  in  the  air,  111°  40'; 
for  the  yeUow  111°  20';  and  Heusser  obtained  for  the  same  112°  27',  112*^  12'. 

e.  White  Coccolite  is  a  granular  variety.    The  original  coccoUk  was  green. 

Named  Malacolitfi  from  ,m\aKOi,  soft,  because  softer  than  feldspar,  with  which  it  was  associated ; 
and  Diopside  from  J(j,  twice  or  double,  and  oxLis,  appearance. 

2.  Liriie-lfag7iesia-Iron  Pyroxene;  Sahlite.  (Malacolit  pt.  of  authors.  Diopside  pt.  ff..  1.  c. 
Sahlit  ifr.  Sala)  d'Andrada,  Scherer's  J.,  iv.  31,  1800;  J.  de  Phys..  11.,  241,  1800.  Baicalit  (fr.  L. 
BsiiKaX)  Benovanz,  CreU's  Ann.,  ii.  1793,  21;  Baikalit  Karst,  Tab,  34,  74,  1800.  Funkite,  Duf. 
Miu.,  iii.  7tU,  1847.  Cocoolit  d'Andrada,  Scherer's  J.,  iv.  1800.  Protheite  (fr.  Zillerthal)  Ure. 
Asbestus  pt.)  Color  grayish-green  to  deep  green  and  black;  sometimes  grayish  and  yellowish- 
white.  In  crystals;  also  cleavable  and  granular  massive.  Gr.  =  3'25  — 3*4.  Named  from  Sala  in 
Sweden,  one  of  its  localities,  w'here  the  mineral  occurs  in  masses  of  a  grayish-green  color, 
havins:  a  perfect  cleavage  parallel  to  the  basal  plane  ( 0).  Formula  (Oa,  Mg.  Fe)  Si,  In  anal.  9, 
Ca  :  ilg  :  Fe  =  2  :  1  :  2  ;  in  10,  11,  this  ratio=4  :  3  :  1,  corresponding  to  Silica  53'7,  magnesia  13*4, 
lime  24-9.  prot.  iron  8-0=100. 

h.  Baikalite  is  a  dark  dingy  green  variety,  in  crystals,  cleavable  like  the  preceding  parallel  to 
0.    Named  from  Lake  Baikal,  in  Siberia,  near  w'hich  it  occurs. 

c.  Protheite  is  sombre-green,  in  crystals,  and  approaches  fassaite  ;  from  Zillerthal  in  the  Tyrol. 

d.  Funkite  la  dark  olive-green  coccolite  from  Boksiiter  in  Gotliland,  having  a  larger  percentage 
of  Fe  than  Mg.  It  may  be  convenient  to  use  this  name  for  the  pyroxene  here  included  that  con- 
tains 10  p.  c.  or  more  of  protoxyd  of  iron. 

e.  DiALLAGE.  (DiaUage  pt.  H.,  Tr.,  89,  1801.  Hypersthene  pt,  Bronzite  pt,)  Part  of  the 
so-called  diallage.  or  thin-foliated  pyroxene,  belongs  here,  and  the  rest  under  the  corresponding 
division  of  the  aluminous  pyroxenes. 

Color  grayish-green  to  bright  grass-gTcen,  and  deep  green ;  lustre  of  cleavage  surface  pearly, 
sometimes  metalloidal  or  brassy;  H.  =  4;  G.3=3-2  — 3'35.  Double  refraction  strong;  bisectrix 
negative;  inclined  about  38"  to  a  normal  to  i-i,  and  showing  therefore,  when  viewed  through  i-i. 
a  single  system  of  rings  in  the  field  of  the  polarizing  instrument  (Descl.);  the  angle  35'  to  40', 
observed  in  the  air  i  24' — 26'  in  oil)  in  the  diallage  of  IvnockdaUian  ia  Scotland,  of  Zobtenberg 
and  Baumgarten  in  Silesia ;  a  grayish  hypersthene-like  mineral  in  large  folia  in  the  galjbro  of  the 
Ruben  coal  mine  near  Neurode ;  the  vanadiferous  bronzite  of  Genoa.  But  the  green  diallage  of 
Neurode.  analyzed  by  v.  Kath  (No.  4,  p.  219),  has  this  angle  about  49'  50';  and  so  also  that  of 
Bormio  in  Veltlin ;  diverging  thus  from  ordinary  diaUage  and  diopside.  "With  this  variety  belongs 
part  also  of  what  has  been  called  hypersthene  and  bronzite — the  part  that  is  easily  fusible. 
Coumion  especially  m  serpentine  rocks. 

Named  from  ha^Xayf],  difference,  in  allusion  to  the  dissimilar  cleavages. 

The  grass-green  diallage-like  mineral  sraaratjdiie,  constituting,  with  saussurite,  a  rock,  is  in 
part,  at  least,  amphibole  (q.  v). 

3.  Iron-Lime  Pyroxene;  Hedexbergite.  (Hedenbergite  (fr.  Tunaberg)  Berz.,  Nouv,  Syst.  Min., 
2('6,  269,  1819;  Hedenberg,  Afh„  ii.  169.  Lotalite  (fr.  Lotala)  Scrergin,  before  1814.  Bolophe- 
v'lX  Breith.,  Handb.,  582,  1847.)  Color  black.  In  crystals,  and  also  lamellar  massive;  cleavage 
easy  parallel  to  _  G.  =  3'5  — 8"58.  Contains  lime  and  protoxyd  of  iron,  with  little  or  no  magnesia ; 
formula  (Ca,  Fe)  Si.  Anal,  correspond  to  (4  Ca-^4-  Fei  Si.  Named  after  the  Swedish  chemist, 
Ludwig  Hedenberg,  who  first  analyzed  and  described  the  mineral,  Lotalite,  from  Lotala  in  Fin- 
land, is  in  black  lamellar  masses.  Beudaut  gives  for  the  angles  of  hedenbergite  Oa/=100^  10' 
— 12  .  /  .\  7=87"  15' ;  and  Breithaupt  for  the  Taberg  mineral  {Pyroxeniis  diagonalis  Breith.)  I A  I 
=  87°  28',  (7=73"  51'. 

4.  Ijime-JIagnesia-Manganese  Pyroxene;  Schefferite  (Schefferit  J.  A.  Michaelson,  J.  pr.  Ch., 
sc.  170).  Color  reddish-brown.  (3-.=3'39.  Contains  lime,  magnesia,  and  protoxyd  of  manganese, 
and  in  the  absence  of  zinc  differs  from  jeffersonite.    Formula  (Ca,  Mg.  Mn)  Si ;  from  Lougban. 

The  Bidderde  of  Breith.  (B.  H.  Ztg.,  xxiv.  304,  1865)  is  near  schefferite  in  composition.  It 
occurs  in  acicular  crystals,  having  /  \  7=133'  38'.  which  appears  to  bo  the  angle  / /\ /-i' of 
pyroxene  (  =  133'  33'),  with  G.  =  2-826;  color  isalK-ll a-y dlow,  rarely  pale  yellowish-brown,  and  is 
easily  fusible.  If  the  prismatic  angle  is  I  \  i-i  of  pyroxene,  the  mineral  belongs  here.  But 
Tgelstrom  finds  a  very  similar  mineral  in  aspect  and  composition  at  Paisberg,  with  /  A  7=124'  ; 
and  the  analyses  are  given  under  amphibole  (see  p,  234). 

5.  Linie-Lron-Manganese  Pyroxene.  A  variety  from  L.  Laach,  analyzed  hy  Bischof,  is  here 
included. 

■  6.  Lime-Iron-Manganese-Zinc  Pyroxene ;  jEFFEESOxrrE  {Keoiing  &  Vanuxem,  J.  Ac.  Philad.,  ii.  1 94, 
1822).  Color  greenish-black.  Crystals  often  very  large  (3-4  in.  thick),  with  the  angles  generally 
roimdedj  and  the  faces  uneven,  as  if  corroded.    G-.=3-36.  Contains  lime,  magnesia,  protoxyd  of 
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iron,  and  protoxyd  of  manganese,  with  oxyd  of  zinc;  formula  (Ca,  Fe,  Mg.  Ml  Zn)  Si.  Named 
after  Mr.  Jefferson. 

II.  Aluminous. 

7.  Aluviinov.s  Lime-Magnesia  Pyroxene ;  Leucaugite  {Dana).  Color  white  or  grayish.  Con- 
tains alumina,  with  lime  and  magnesia,  and  little  or  no  iron ;  formula  (6a,  Mg)  (Si,  3cl*j.  Looks 
like  diopside.    H.  =  6-5;  Gr,=3-19,  Hunt.    Named  from  Asd^o?,  ivliite. 

8.  Aluminous  Lime- Magnesia- Iron  Pyroxene;  Fassaite,  Augite.  (For  syii.  of  Augiie,  see  p.  212. 
Also:  Basaltische  Hornblende  pt.  Wern.,  Bergm.  J.,  1792;  Basaltine  Kirw.,  Min.,  i.  219,  1794. 
Fassait  Wern.,  Hoftm..  Min.,  iv.  2,  110,  1817.  [Not  Fassaite  Poiomieii,  which  was  a  zeolite.] 
Maclureite  Xidtal,  Am.  J.  Sci.,  \.  246,  1822  — Amphibole  K  Seijbert,  J.  Ac.  Philad..  ii.  139,  1821. 
Pyrgom  Breiih.,  Char.,  140,  1832.)  Color  clear  deep-green  to  greenish-black  and  black  ;  in  crys- 
tals, and  also  massive;  subtranslucent  to  opaque;  Gr.  =  3"25  — 3*5.  Optical  characters  as  for 
inalacolite.    Contain  protoxyd  of  iron,  with  lime  and  magnesia ;  general  formula  (Ca,  Mg,  Fe)  (Si, 

a.  Fassaite  (or  Pyrgom).  Includes  the  greeu  kinds  found  in  metamorphic  rocks.  Named  from 
the  locahty  at  Fassa  in  the  Tyrol,  which  aftbrds  deep-green  crystals,  sometimes  pistachio-green, 
like  the  epidote  of  the  locahty.    Pyrgom  was  so  named  from  rriipywjua,  a  ioioer. 

1).  Augite.  Includes  the  greenish  or  brownish-black  and  black  kinds,  occurring  mostly  in 
eruptive  rocks,  but  also  in  metamorphic.    Named  from  duyr),  lustre. 

The  Augite  of  Werner  (and  Yolcanite  Ddameih.)  included  only  the  black  mineral  of  igneous 
rocks — the  volcanic  scliorl  of  earlier  authors. 

c.  Aluminous  Biallage. 

9.  Aluminous  Iron-Lime  Pyroxene;  HuDSOxriE  {BecTi,  Min.  N.  T.,  405,  1842).  Lamellar  or  cleav- 
able  massive.  Color  black.  Streak  green.  Often  has  a  bronze  tarnish.  G-.=3-5,  Beck;  3-43 — 
3-46,  Brewer.  Contains  lime  and  protoxyd  of  iron,  with  but  little  magnesia;  formula  (Ca,  Fe) 
CSi.  2^1*).  Named  from  the  Hudson  river,  in  the  vicinity  of  which  it  occurs,  in  Cornwall,  Orange 
Co.',  N.  Y. 

6.  Pohjlite  of  Thomson  (Min.,  i.  495,  183(i)  maybe  the  same  compound.  It  is  described  as 
cleavable  massive  ;  G.  =  3"281  ;  H.  =  6 — 6-5;  color  black  :  opaque;  and  is  stated  to  come  from  a 
bed  of  magnetic  iron  ore  at  Hoboken,  N.  J.,  where  no  such  bed  of  ore  exists. 

Ajyjiendix. — 10.  Asbestus.  Asbestus  is  a  finely  fibrous  variety,  with  the  fibres  easily  separable 
and  usually  flexible.  But  most  asbestus  belongs  to  the  species  hornblende,  which  tends  more  to 
run  into  liljrous  forms. 

It  is  difficult  to  distinguish  the  hornblende  asbestus  from  the  pyroxene,  except  by  noting  its 
association  with  kno\^Ti  varieties  of  one  or  the  other  species  ;  and  this  method  is  not  free  from 
ioubt.    See  further  under  Horxblexde  for  description,  analyses,  and  localities  of  asbestus. 

11,  Breislakite  {Brocchi,  Cat.  di  una  raccolta  di  Rocce,  28,  60,  70,  192,  1817  ;  Cyclopeite,  in 
Descl.  Min.,  65,  1862).  Occurs  in  wool-like  forms  at  Yesuvius  and  Capo-di-Bove.  Its  crystal- 
lographic  identity  with  pyroxene  has  been  sho^m  by  Chapman  (Phil.  Mag.,  xxxvii.  444,  1850). 
The  particular  variety  of  pyroxene  to  which  it  belongs  has  not  been  ascertained,  as  no  analysis 
of  it  has  been  made.    Named  after  Breislak,  an  Itahan  geologist. 

12.  Lavroffite  (Lawrowit,  Yanadiu-Augit,  Kokscharof,  Bull.  Ac.  St.  Pet.,  xi.  78,  1866)  is  an 
alumina  pyroxene,  colored  green  by  vanadium,  from  the  river  Sludiauka,  beyond  Lake  Baikal, 
tvhere  it  occurs  coarse  granular  massive  with  quartz,  and  also  in  small  imperfect  crystals. 
Cleavage  affords  the  prism  87°  7' ;  and  there  is  the  usual  lamination  from  compound  structure 
parallel  to  0.  The  color  is  fine  emerald-green.  It  contains  besides  silica  some  alumina,  iron, 
lime,  magnesia,  and  a  trace  of  manganese  and  vanadium ;  but  no  analysis  has  been  made,  so  that 
its  exact  place  among  the  pyroxenes  is  not  certain. 

L  COXTAINING  LITTLE  OR  NO  AlUMIXA. 

1.  Lime-Magnesia  Pyroxene ;  Malacolite.  Analyses:  1,  Nordenskiold  (Schw.  J.,  xxxi.  457) ;  2, 
H.  Rose  (ib.,  xxxv.  86);  3,  T.  Wachtmeister  (ib.,  xxx.  334) ;  4,  Hermann  (J.  pr.  Ch.,  xxxvii.  19(»); 
5,  H.  Rose  (Schw.  J.  xxxv.  86,);  6,  Rammelsberg  (J.  pr.  Ch.,  Ixxxvi.  340);  7,  F.  J.  Wiik  (Arppe, 
in  Act.  Soc.  Fenn.,  vi.) ;  8,  Bonsdorfi' (Schw.  J.,  xxxi.  158);  9,  Kussin  (Ramm.,  4th  Suppl.,  12); 
10,  Wackenroder  (Kasta.  Arch.,  xiii.  81) ;  11,  Brunner  (Jahrb.  Min.,  186,  1855) ;  12,  Range  (Ramm, 
Min.  Ch.,  452) ;  13-15,  T.  S.  Hunt  (Rep.  G.  Can.,  1863,  467,  4(i8) ;  16,  Redner  (ZS.  0.,  xviii.  897)  ■ 
17,  Merz  (N.  Ges.  Zurich,  48,  1861) : 

Si       ^1      Fe       Mn      Mg       6a  H 

1  Pargas,  t/i-grri.      55-40    2'50       2-83      22-57      15-70   ,  Mn  0-43  =  09-43  N. 

2  Longban,  ?/u;/i.      55*32   3?e2-16Mnr59     16-99     23-01   —99  07  Rose. 
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Si 

Al 

Fe 

Mn 

Mg 

Ca 

H 

3.  Norway,  tvJi. 

4.  Achmato'sk,  wh. 

57-40 

0-43 

16-74 

23-10 

 =  97-&7  Wacht. 

53-97 



2-00 

0-57 

17-86 

25-00 

 =  luO  Ilerm. 

5.  Orrijiirvi,  w. 

54-64 



1-08 

2-00 

18-00 

24-94 

 =100-66  Rose. 

6.  Gulsio 

5511 



0-54 

18-39 

25-63 

 =99-67  Ramm. 

7.  Lupikko         (1)  52-40 

1-84 

2-29 

l7-y3 

22-55, 

Js'a  1-20,  Iv  0-37  =  98-58 

8.  Taminare,  wh. 

54-83 

0-28 

0-99 

18-55 

24-76 

110-32  =  99-73  Bonsd. 

9.  Brazil 

55-01 



1-20 

17-82 

25  11 

 =  99-74  Kussiu. 

10.  Zillertlial,  wh. 

54-16 

0-20 

2-51  MnO-18 

18-22 

24-74 

 =  1 00  Wack. 

11.  Sassgrat,  w. 

12.  Retzbanya 

56-13 

2-02 

tr. 

16  20 

25-78 

 =100-85  Brunner. 

56-03 

l-;i8 

17-36 

25-05 

 =  99-82  Range. 

0-40=100-89  Hunt. 

13.  Ottawa,  C,  loh. 

14.  Calumet  L,  gnh. 

54-50 

1-98 

18-14 

25  87 

54-90 

16-76 

27-67 

0-80  =  100-13  Hunt. 

15.  Hig-li  Falls,  C,  ^?/. 

54-20 

3-24 

17-02 

25-65 

0-45=100-56  Hunt. 

16.  Grenville,  C. 

52-54 

3-06'^ 

19-85 

24-64 

 =100-09  Redner. 

17.  Zermatt 

64-74 

3-45 

17-82 

22  90 

0-58  =  99-49  Merz. 

*  With  some  alumina;  the  specimen  associated  with  Eozoon. 


No.  1,  crystals,  Gr.  =  3-267  ;.  2,  fr.  Longban  in  Wermland;  3,  fr.  Tjotten  in  Norway ;  4.  G.  =  3-28  ; 

5,  fr.  Finland  ;  7,  ib.,  G.  =  3-215  ;  8,  ib. ;  9,  G.=3-37  ;  11,  fr.  the  Alps ;  13,  fr.  Canada,  G.  =  3-26- 
3-27;  14,  fr.  Canada,  with  Eozoon;  15,  ib.,  G.  =  3-273— 3-275. 

2.  Lime-Magnesia-Iron  Pyroxene;  Sahlite ;  Funkite.  1,  H.  Rose  (Schw.  J.,  xxxv.  86);  2,  Reii« 
terskiold  (Jahresb.,  xxv.  362) ;  3,  Hisinger  (Afh.,  iii.  291);  4.  Arppe  (Anal.  Finsk.  Miu.,  22);  5, 

6,  A.  Erdmann  (Ak.  H.  Stockh.,  1848);  7,  Winchenbach  (Ramm.  Min.  Ch.,  452);  8,  Rammels- 
berg(ib.,  452);  9,  G.  T.  Bowen  (Am.  J.  Sci.,  v.  344);  10,  Erdmann  (1.  c);  11,  Payr  (Ber.  Ak. 
Wien,  xxv.  560);  12,  13,  H.  Rose  (1.  c);  14,  v.  Hauer  (Ber.  Ak.  Wien,  xii.  714);  15,  Schultz 
(Act.  Fenn.,  1856);  16,  Rammelsberg  (J.  pr.  Ch.,  Ixxxvi.  351);  17,  Funk  (Jahresb.,  1844,  362); 
18,  Seybert  (Am.  J.  Sci..  v.  116);  19,  H.  Rose  (1.  c);  20,  C.  W.  C.  Fuchs  (Jahresb.  Min.,  '62 
802)  : 

Si  ^1 

1.  Sala,  Sahlite        54-86  0-21 

2.  Longban,  ywh.     53-56  0-25 

3.  "  "  54-18   

4.  Pargas,  gyh.-gn.  52-07  0-54 

5.  Tunaberg,  gn.     54-13  0-90 

6.  "        gn.      53-82  0-95 

7.  Meseritz,  9-71.       54-46  2-46 

8.  Edenville,  gnli.-h.  55-01   

9.  N.Hav'n,Ct.,>S'a/«.53-12  1-06 

10.  Tunab.,  C'occ,  p^.  53-50  0-76 

11.  Oberrochlitz,  w7i.  55-03   

12.  Dalecarlia,  gn.     54-55  0-14 

13.  '-        "  54-08   

14.  Boksater,  i^anZc.  53-81   

15.  Finland,  gn.        52-00  0-85 

16.  Kaiserst,  cZA;.  g'w.  48-(>2  2-67 

17.  Nordmark  52-17  0-42 

18.  L.  Champl,  gn.    50-33  1-53 

19.  Taberg,  hk.  53-36   

20.  Radauthal,  6/:.(|)  51-78  2-48'^ 

a  Includes  re2  03  1"20. 


Fe 

Mn 

Mg 

Ca 

H 

4-44 

16-49 

23-57 

0-42 

=  99-99  Rose. 

4-48 

1-S7 

16-27 

23-86 

=  loO-29  Reut. 

1-45 

2-18 

17-81 

22-72 

1-20 

=  99-54  Hisinger. 
=  98-30  Arppe. 

4-54 

19-52 

21-03 

3-69 

0-30 

15-01 

25-15 

0-63 

=  99-81  Erdm. 

7-95 

0-89 

12-20 

23-55 

0-54 

=  99-90  Erdm. 

3-73 

0-78 

14-39 

24-01 

=  99-83  Winch. 

4-95 

16-95 

22-80 

0-36 

=  100-07  Ramm. 

6-01 

0-60 

14-50 

23-62 

0-47 

=  99-38  Bowen. 

9-74 

1-90 

13-59 

20  42 

0-27 

=  100-18  Erdm. 

4-84 

316 

15-71 

20-72 

=  99-46  Payr. 

8-143tfn0-73 

15-25 

20-21 

=  99-02  Rose. 

10-02 

0-61 

11-49 

23-47 

=  99-67  Rose. 

1(1-01 

8-00 

27-50 

0-29 

=  99-61  Hauer. 

12-45 

0-80 

10-15 

22-50 

=98-75  Schultz. 

13-57 

1-28 

9-74 

25-34 

=  100-62  Ramm. 

16-12 

1-61 

7-06 

22-00 

=  99-38  Funk. 

20-40 

tr. 

6-83 

19-33 

0-67 

=  99-1)9  Sevbert. 

17-33 

0-09 

4-99 

22-19 

=  98-01  Rose. 

16-91 

7-03 

21  00 

0-04, 

,  Xa  0-19.  K  0-29  =  99-47 

No.  2,  G.  =  3-27  ;  4,  crystals;  5,  G.  =  3-36;  8.  cryst.  G.  =  3-294:  9.  cleavable  massive,  G. 
=  3-127—3-294;  10,  a.  =  o-30  — 3-37 ;  11,  G.  =  3-395;  12,  13,  fr.  BjOrmyresweden ;  14,  fr.  K 
Gothland;  15.  fr.  I.  Afveusor;  16,  occurs  mixed  with  scolopsite;  18,  G.  =  3-:;77. 

3.  Iron-Lime  Fyroxtne;  Hedenhergite.  1.  H.  Rose  (6chw.  J.,  1.  c);  2,  Wolft\J.  pr.  Ch.,  x.xxiv. 
236);  3,  Sjchting  (ZS.  Nat.  Ver.  HaUe,  vii.'57): 


Si 

Fe 

i\Tg 

Ca 

1. 

Tunaberg,  Red. 

49-01 

26-08 

2-98 

20-87. 

=  98-94  Rose. 

2. 

Arendal,  hk. 

47-78 

27-01 

22-95: 

=  97-74  Wolff. 

3. 

D.  la  Garde 

52-23 

27-47 

7-46 

12-84: 

=  100  Sochting. 

No.  2,  G.=3-467;  3,  fr.  "Melaphyre." 
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4.  Lime-Magnesia-Manganese  Pyroxene ;  Schefferite.    Analysis:  Michaelson  (1.  c.) : 

Si      3Pe      Fe      Mn     Mg     Ca  H 
1.  Longban       52-31    3-97    1-63    10-46    10  86    19-09    0-60=98-92  Michaelson. 

5.  Lime-Iron-Manganese  Pijroxene.    Analysis  :  Biscliof  (Lehrb.,  ii.) : 

Si       ^1      Fe      Mn     Mg      Oa      Xa  K 
L.  Laaeh       50-83    2-16    13-50    7-56    3-42    21*73    0-38    0-98=100-56  Biscli(  f. 

6.  Lime-Iron-Manganese-Zinc  Pyroxene;  Jeffersonite.   Analysis:  Hermann  (J.  pr.  Ch.,  xlvii.  13) 

Si       ^1      Fe      Mn     2.n     Mg      Ca  H 
49-91    1-93    10-53    7*00    4-39    8'18    15-48    1-20  =  98-62  Hermann. 

II.  Aluminous  Pyroxexe. 

7.  Lime-Magnesia  P.;  Leucaugiie.    Analyses:  T.  S.  Hunt  (Rep.  G.  Can.,  1853,  1863) 

Si  3Pe      Mg      Ca  IL 

1.  Bathurst,  C.       51-50    6-15    0*35  .  17  69    23-80    1-10  =  100-59  Hunt 

2.  "  50-90    6-77    0-35    18-14    23-74    0-90  =  100-45  Hunt. 

8.  Lime-Magnesia-Iron  P. ;  Fassaite,  Augite.  Analyses:  1,  Kudernatsch  (Pogg.,  xxxvii.  577);  2, 
Delesse  (Ann.  d.  M.,  IV.  xii.  293) ;  3,  Richter  &  Scheerer  (Sachs.  Ges.  Leipsic,  oi.  93,  1 858) ;  4, 
Barthe  (Ch.  Centralbl,  ii.  712);  5,  Haughton  (Dublin  Q.  J.  Sci.,  v.  95) ;  6,  Kudernatsch  (1.  c.);.  7, 
Klaproth  (Beitr.,  v.) ;  8,  Kudernatsch  (1.  c.) ;  9,  Wedding  (ZS.  G.,  x.  :svto) ;  10,  Rammelsberg  (ib., 
xi.  497) ;  11,  Klaproth  (1.  c.) ;  12,  Kudernatsch  (1.  c.) ;  i:S-lo,  v.  Waltershausen  (Vulk.  Gest.,  107- 
110);  Iti,  Rammelsberg  (Pogg.,  ciii.  436);  17,  Kudernatsch  (1.  c);  18-20,  Rammelsberg  (Pogg., 
Ixxxiii.  458,  ciii.  437);  21,  Waltershausen  (1.  c,  p.  110);  22,  T.  S.  Hunt  (Rep.  G.  Can.,  lSb3, 
468) ;  23,  Tobler  (Ann.  Ch.  Pharm.,  xci.  23u) : 


Si 

^1 

Fe 

Mn 

Mg 

Ca 

H 

1. 

Fassathal 

50-15 

4-02 

12-04 

13  48 

19-57 

 =99-26  Kudernatsch. 

'2. 

Vosges 
Traversella 

49-16 

5-08 

7-19 

tr. 

15-95 

18-87 

2-26  =  98-51  Delesse. 

3. 

51-79 

4-03 

7-57 

17  40 

18-98 

 =  99-77  R.  &  S. 

4. 

ZiUerthal,  gn. 

48-47 

8-22 

4-:s0 

15-59 

21-96 

0-73  =  99-27  Barthe. 

6. 

Skye 

50-80 

3-00 

9-61 

1-08 

15-06 

19-35 

0-60,  Xa,  K  0-(36=100-16  H. 

6. 

Rhone,  bkh.-gn.  (|)  50*42 

6-58 

7-40 

16-32 

18-78 

 =  99-50  Kud. 

7. 

52-00 

5-75 

11-02 

0-25 

12-75 

14-00 

0-25  =  96-02  Klapr. 

Vesuvius 

50-90 

5-37 

6-25 

14-43 

22-96 

 =99-91  Kud. 

9. 

oflG31 

48-rs6 

8-G3 

4-54 

tr. 

14-01 

20-62 

 ,  Fe  2-73  =  99-39  Wedd. 

10. 

"       of  1858 

49-61 

4-42 

9-08 

14-22 

22-83 

 ,  Fe  und.  =  100-U  Ramm. 

11.  Frascati 

48-00 

500 

10-80 

1-00 

8  75 

24-00 

 =  97-55  Klaproth. 

12. 

Etna 

50-55 

4-85 

7-96 

13-01 

22-29 

 =98-66  Kud. 

13. 

"    bk.  ^ 

47-63 

6-74 

11-39 

0-21 

i2-w0 

20-87 

0-28  =  100-0 i  Walt. 

14. 

"  gnh-hh 

51-70 

4-38 

4-24 

21-11 

18-02 

0-49  =  99-94  Walt. 

15. 

"  Mascah 

49-69 

5-22 

10-75 

14-74 

18-44 

0-51=99-35  Walt 

16. 

"    Mt.  Rossi 

47-38 

5-52 

7-89 

0-10 

15-29 

19-10 

0-43,  Fe  3-85  =  99  53  Ramm. 

17. 

Eiffel 

49-39 

6  00 

7-39 

13-93 

22-46 

 =99-25  Kud. 

18.  Hartlingen 

47-52 

8-13 

13-02 

0-40 

12-76 

18-25 

 =100-08  Ramm. 

19.  L.  Laach 

50-03 

3  72 

6-65 

0-15 

13-48 

22-85 

 ,  Fe  2-36  =  99-24  Ramm. 

211. 

Schima,  Boh. 

51-12 

3-38 

5-45 

2-63 

12-82 

23-54 

 ,  Fe  0-95  =  99-89  Ramm. 

21. 

Iceland 

49-87 

6-05 

5-92 

16-16 

22-00 

 =  1 00  Walt. 

2 -J. 

Montreal,  hk. 

49-40 

6-70  Pe  7-83 

13-06 

21-88 

0-50,  Xa  0-74,  K     =100-1 1  H. 

23. 

Kaiserstuhl,  bn. 

44-40 

7-83 

11-81 

0-11 

10-15 

22-60 

1-03,  Xa  2  13,  K  0-65  =  100-72  T. 

Xos.  1-5,  fr.  metaraorphic  rocks;  6-23,  fr.  eruptive  rocks.  2,  fr.  Ternuay,  making  with  vosgite 
a  so-called  porphyry,  G.  =  3135;  3,  var.  pyrgom,  G.=3-294;  4,  G.  =  8-;i95  ;  5,  the  augite  of  a 
metamorphic  dolerite  on  Loch  Scavig  in  Skye;  6,  G.  =  3-347;  12,  G.  =  3-40;  13,  G. =2-886;  14, 
G.  =  3-2o4;  15,  G.  =  3-228;  16,  G.  =  3-376;  18,  G=3-380;  19,  G.=3-348;  20,  G.=3-361  ;  22,  in 
dolerite,  G.  =  3-341. 

9.  Iron-Lime  P.  {with  little  Magnesia).  Analyses:  1,  Deville  (Et.  Teueriffe,  1848);  2,  Hoch- 
stetier  (J.  pr.  Ch.,  xxvii.  375) ;  3,  4,  Smith  &  Brush  (Am.  J.  Sci.,  II  xvi  309) ;  5,  Thomson  (Min., 
i.  495): 
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Si 

Fe 

M- 

Ca 

I'l 

1. 

Teneriffe 

48-05 

4-lS 

28-41 

9-40 

14-00 

 =100  Deville. 

2. 

Azores 

50-40 

2-99 

22-00 

2-4() 

21-10 

0-80=99-19  Hochst. 

3. 

Hudsoniie 

39-80 

9-78 

30-40 

0-67 

2-98 

10-89 

1-95,  Na  1-66,  K  2-48=09-61  S.  &  B 

4. 

38-58 

11-05 

80-57 

0-52 

3-U2 

1(1 -3  2 

1-95,  Xa,  K  4- 16  =  10.. -17  S.  in  B. 

5. 

Pohjlite 

4U-04 

9-42 

34-U8 

6GU 

11-54 

0-40=  102 -08  Thomson, 

Xos.  1,  2,  fr.  Yolcauic  rocks;  3,  5,  fr.  metamorphic.    1,  G.  =  3-179. 


III.  DiALLAGE  AND  PSEUDO-HYPERSTHENE. 

2  e.  Containing  little  or  no  Alumina.  Analyses  :  1-5.  v.  Eatli  (Pogg.,  xcv.  533) ;  6,  Ilcrmans 
(BuU.  Soc.  Xat.  Moscoii,  1854,  273). 

8  c.  Aluriiinous.  Analyses :  7,  v.  Eath  (ZS.  G-..  ix.  24G) ;  8,  9,  Regnault  (Ann.  d.  M.,  III.  xili 
101);  10-12,  Kohler  (Pogg..  xiii.  101);  1 3.  Rammelsberg  (Min.  Ch.,  464);  14,  Kuliler  (1.  c.) ;  15. 
V.  Kobell  (J.  pr.  Ch..  xx.  472):  16,  A.  Streug  (B.  H.  Ztg.,  xxiii.  54);  17,  Delesse  (Ann.  d.  M..  lY. 
xyi.):  IS,  Schafhautl  (Ann.  Ch.  Pharm.,  11^  254);  19,  20.  A.  Streng  (L  c.) ;  21,  Seybert  (J.  Ac 
Philad.,  ii.  141) : 


gi 

Al 

Fe 

Mn 

Mg 

Ca 

s 

1.  Glatz.  yivh.-gn. 

50-34 

8-47 

16-86 

21-85 

1-23=98  76  Rath. 

2. 

d'k  gn. 

50  00 

0-42 

8-54 

15-87 

21-11 

1-69  =  97-63  Rath. 

8. 

51-78 

1-12 

10-97 

15-58 

2(ri'4 

0-22  =  90  71  Rath. 

4. 

Xeurode,  bk.  Hyp.  53-nO 

1-99 

8-95 

0-28 

18-08 

21-06 

0-86  =  99-82  Rath. 

5. 

Skye,  " 

51-30 

0-76 

13-92 

0-25 

14-85 

20-15 

0-21  =  101-44  Rath. 

6. 

Achmat'sk,  Diall 

51-47 

1-15 

1-SO 

15-63 

27-81 

2-39  =  10u-25  Herm. 

7. 

Marmorera 

49-12 

3-04 

11-45 

•lo-33 

18-54 

l-46=9S-94  Rath. 

8. 

Piedmont,  Biall. 

50  05 

2-58 

11-98 

17-24 

1  5-63 

2-13  =  9j-tn  Regnault. 

9. 

Ural, 

52-60 

3-27 

5-85 

16-43 

20-44 

1-59  =  00-68  Regnault. 

10. 

Florence,  " 

53-20 

2-47 

8-d7 

0-08 

14-91 

19-09 

1-77  =  10' 1-4'.'  Kuhlpr. 

11. 

Harz,  " 

53-71 

2-82 

8-08 

1 7  55 

17-i»6 

1-04=100  27  K.Mer. 

12. 

Baste,  gnh.-hn. 

52-88 

2-S2 

S-4() 

lT-(;8 

17-4U 

1-06=100  24  KGliler. 

13. 

a  ii 

52-00 

3-10 

9-36 

18-51 

16-29 

1-10=10:1  86  Ramm. 

14. 

Salzburg,  gn. 

51-34 

4-39 

8-23 

15-69 

18-28 

2-ll  =  10n-ii4  KoWer. 

gy- 

50-20 

3 -SO 

8-40 

16-40 

20-26 

 =99-06  KobelL 

1 6.  Harzhurg,  Biall. 

52-84 

4-56 

9-41 

16-05 

18-16 

3-29,  alk.  0-39.  Fe  184,  €r  0-<  .9, 

Ti  (»-22  =  101-S5  Streng. 

17. 

Odern,  " 

49-30 

5  50 

9-43 

0-51 

17-61 

15-43 

0-85.  €t  0-:-;0  =  9S-98  Delesse. 

18. 

Genoa,  met.  Di. 

49-50 

5-55 

3-28 

14-12 

IS -12 

1-7  7,  Y  3-65.  Xa  3-7  5  Schafh. 

19. 

Harzburg.  Hyp. 

52-84 

3-05 

8-S4 

1.V5S 

19-18 

0 -66  =  99 -65  Streng. 

20. 

51-26 

3-62 

9  11 

16-69 

19  18 

0-34,  Fe  1-03=1. 11-23  Streng. 

21. 

Wilmington,  " 

52-17 

4-00Fel0-73 

tr. 

11-33 

20-0(j 

l-27  =  99-5(.»  Seybert. 

Xo.  1,  fr.  gabbro,  G.  =  3-249;  2,  ib.,  G.  =  3-244;  3,  ib.,  G.  =  8-245;  4,  ib.,  G.  =  3-836;  5,  fr. 
hypersthene  rock,  a.  =  3-343:  6,  G.  =  3-21,  H.=4-5;  7.  fr.  gabbro  of  Graubrindteu,  G  =o--58;  8. 
met.  diallage,  G.  =  3-261  ;  9.  met.  diallage,  fr.  serpentine:  lo.  fr.  gabbro.  G.  =  o-2.:)6;  1 2,  fr.  gabbro, 
G.  =  8-23;  13,  fr.  gabbro,  G.  =  3-300  ;  14.  G.  =  8-2:-; ;  1 5,  G.  =  3-2  ;"  16,  fr.  gabbro  ;  !  8,  vauadiferous 
bronzite.  G.  =  8-25;  19,  20,  fr.  gabbro,  pseudo-hypersthene ;  21,  pseudo-hypersthene,  assoc.  with 
quartz,  G.  =  3-25;  B.B.  fus. 

Pyr.,  etc. — Yarying  A\'idely,  owing  to  the  wide  yariations  in  composition  in  the  different  yarie- 
ties.  and  often  by  insensible  gradations.  Fusibility,  from  the  almost  infusible  diaUage  to  :-i-75  in 
diopside  ;  3-5  in  sahlite.  baikahte,  and  omphacite;  8  in  jeffersonite  and  augite  ;  2-5  in  hedenberg- 
ite.  Yarieties  rich  in  iron  afford  a  magnetic  globule  when  fused  on  charcoal,  and  in  general  their 
fusibility  yaries  with  the  amount  of  iron.  Jeflersonite  giyes  with  soda  on  charcoal  a  reaction  for 
ziuc  and  manganese  ;  many  others  also  give  with  the  fluxes  reactions  for  manganese.  Most  yari- 
eties are  unacted  upon  by  acids. 

Obs. — Pyroxene  is  a  common  mineral  in  crystalline  limestone  and  dolomite,  in  serpentine,  and 
in  yolcauic  rocks  ;  and  occurs  also,  but  less  abundantly,  in  connection  -with  granitic  rocks  and 
metamorphic  schists.  The  pyi'oxene  of  limestone  is  mostly  the  white  and  light  green,  or  gray 
varieties  ;  that  of  most  other  metamorphic  rocks,  sometimes  white  or  colorless,  but  usually  green 
of  diiTerent  shades,  from  pale  green  to  greenish -black,  and  occasionally  black  ;  that  of  serpentine 
is  sometimes  in  fine  cry  stals,  but  often  of  the  foliated  green  kind  caUed  diaLage ;  that  of  eruption 
rocks  is  tl  e  black  to  greenish-black  augite. 
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In  limestone  the  associates  are  often  hornblende,  scapolite,  garnet,  orthoelase,  sphene.  phlogo. 
pite,  and  sometimes  brown  tourmaline,  chlorite,  talc,  zircon,  spinel,  rutile,  etc. ;  and  in  other 
metamorphic  rocks  mostly  the  same.  In  eruptive  rocks  the  crystals  are  imbedded,  and  often  occur 
with  similarly  disseminate-d  chrysolite,  crystals  of  orthoelase,  sanidin,  labradorite,  leucite,  etc. 

Pyroxene  is  an  essential  constituent  of  many  rocks.  Pyroxemjte  is  a  metamorphic  rock  consist- 
ing mainly  of  compact  pyroxene  of  the  Salilite  section.  Lherzolyte,  from  the  borders  of  Lake 
Lherz,  in  the  department  of  Ariege  in  France  (described  by  Charpentier  and  Dufrenoy  as  a  variety 
of  pyroxene),  is  a  green  pyroxeuic  rock.  (For  constitution,  see  under  Spixel.)  Pyroxene  along 
with  labradorite  constitutes  the  dark  gray  and  green  to  black  eruptive  rock  called  doleryie,  which 
often  contains  also  magnetic  iron  ore  in  grains  ;  and  with  labradorite  and  chrysolite,  the  related 
rock  basalt.  Loleritic  and  ba-saltic  lavas  have  the  same  composition.  With  leucite  it  forms  the 
leucitopkrjr.  the  common  igneous  rock  of  Yesuvius ;  and  with  nephelin,  nephelinyte  or  neplidin- 
doleryte,  another  Italian  igneous  rock.  The  pyroxene  of  these  igneous  rocks  is  the  black  variety 
augite;  and  it  often  occurs  in  distinct  crystals  of  the  forms  in  figs.  203-206.  Many  kinds  of  tufa, 
and  the  earthy  basaltic  rock  called  icacke  (either  a  variety  of  tufa  or  a  decomposed  basalt  or 
doleryte)  often  consist  largely  of  crystals  or  grains  of  augite. 

Diallage  occurs  generally  in  serpentine  or  steatitic  rocks. 

]\Iany  foreign  localities  of  pyroxene  have  already  been  briefly  indicated  (pp.  214-219).  The 
crystals  of  Ala  in  Piedmont  are  associated  with  garnets  and  talc  in  veins  traversing  serpentine  ; 
and  the  more  transparent  are  sometimes  cut  and  worn  as  gems. 

In  X.  America,  it. occurs  in  Maine,  at  Raymond  and  Eumford,  diopside,  sahhte,  etc.;  at  Deer 
Isle,  diallage  in  serpentine.  In  Vermont,  at  Thetford,  black  augite,  with  chrysolite,  in  boulders 
of  basalt.  In  Mass.,  in  Berkshire,  white  crystals  abundant;  at  the  Bolton  quarries,  same,  good; 
Westtield  and  Blanford,  diallage  in  serp.  In  Conn.,  at  Canaan,  white  cryst.  2-3  in  long  by  1-2 
in.  broad,  in  dolomite ;  in  Trumbull,  large  green  cryst.  in  hmestone ;  in  Reading,  on  the  turnpike 
near  the  line  of  Danbur}'-,  smaU  transp.  cryst.,  and  granular  ;  at  Watertown,  near  the  Xaugatuck, 
white  diopside.  In  K  York,  in  N".  Y.  Co.,  white  cryst.  in  dolomite ;  at  "\Yarwick,  fine  cryst. 
(descr.  and  fig.  by  v.  Rath,  Pogg.,  cxi.  203) ;  in  "Westchester  Co.,  white,  at  the  Sing-Sing  quarries ; 
in  Orange  Co.,  in  Monroe,  at  Two  Ponds,  cryst.,  often  large,  with  scapolite,  sphene,  etc.,  in  hme- 
stone; 3  m.  S.E.  of  (ji-reenwood  furnace,  sahlite  with  coccolite;  ^  m.  E.  of  same,  in  cryst.  with 
mica  in  limestone,  one  6  in.  long  and  10  in.  in  circ. ;  1  m.  W.  of  Coffee's  Hotel  in  Monroe,  black 
coccolite;  2^  m.  X.  of  EdenviUe,  gray  cryst.;  1  m.  N.W.  of  EdenvUle,  black  cryst.  in  hmestone; 
in  Cornwall,  the  var.  Imdsonite ;  near  Amity  and  Fort  Montgomery,  goot;  in  Forest-of-Dean, 
lamellar,  green,  and  bronze-colored,  with  black  coccohte  ;  in  Putnam  Co.,  near  Patterson,  grayish- 
white  cryst.,  abundant;  at  Rogers'  Rock,  L.  George,  massive  and  granular  (coccohte),  gray, 
green,  brown  ;  near  Oxbow,  on  Yrooman  Lake  ;  m  Lewis  Co ,  at  Diana,  white  and  black  cryst. ; 
in  St.  Lawrence  Co.,  at  Fine,  in  large  cryst.;  in  Essex  Co.,  near  Long  Pond,  cryst.  (f.  213),  also 
beautiful  green  coccolite ;  at  Willsboro',  green  coccolite  with  sphene  and  woUastonite.  In  X.  Jer- 
sey, in  Franklin,  good  cryst.  In  Penn.,  near  Attleboro',  cryst.  and  granular ;  in  Pennsbury,  at 
Burnett's  quarry,  diopside.  In  Maryland,  Hartford  Co.,  at  Cooptown,  diallage.  In  Delavmre,  at 
Y'ilmington.  a  hypersthene-hke  variety  (anal.  21),  Xuttal's  Maclureite.  In  Canada,  at  Bytown, 
subirp.  white  cryst.,  1-1^  in.,  in  limestone;  at  Calumet  I.,  grayish-green  cryst.  in  limestone  with 
phlogopite.  some  appearing  to  be  altered  Eozoon;  at  the  High  Falls  of  the  Madawaska,  cryst. 
sometimes  1  ft.  long  and  4  in.  wide,  having  cryst.  of  hornblende  attached ;  in  Kildau,  as  a  rock  ; 
in  Bathurst,  colorless  or  white  cryst. ;  near  Ottawa,  in  large  subtrp.  cryst.,  in  limestone  ;  at 
Grenville.  dark  gTcen  cryst.,  and  granular ;  at  Montreal.  Rougemont  and  MontarveUi  Mts.,  black 
in  doleryte. 

Alt. — Pyroxene  undergoes  alteration  in  different  ways,  as  has  been  well  explained  by  Bischof, 
and  many  species  have  been  instituted  on  the  material  in  different  stages  of  change.  In  the 
simplest,  there  is  only  a  taking  up  of  water,  producing  a  "hydrous  augite."  The  water  found  in 
several  of  the  analyses  already  cited  may  be  from  this  source.  In  many  cases  a  loss  of  silica 
appears  to  attend  this  hydration ;  and  often,  also,  a  loss  of  one  or  more  of  the  bases  (of  which 
the  lime  and  iron  are  the  first  to  go),  through  the  dissolving  agency  of  waters  holding  carbonic 
acid,  or  carbonates,  in  solution.    Thus  may  come  the  foUowing  substances : 

IS.  Hydrous  Augite.  Analyses  1,  2,  3  of  an  altered  sahlite  from  Sala,  Sweden,  the  three 
analyses  made  on  dilferent  fragments  of  the  same  piece,  by  H.  Rose. 

14.  PiCROPKYLL  (Svauberg,  Pogg .  1.  662,  IS-VJ).  Also  from  Sala.  where  it  occurs  both  massive, 
Vvith  tlie  cleavage  of  pyroxene,  and  fibrous,  of  a  greenisji-gray  color,  with  H.  =  2-5  and  G.  — 2'75. 
Analyses:  4,  Svanberg  (1.  c).  Formula  deduced  R  Si+t  fl.  Named  from  ttj^pus,  bitter,  and 
tpuXXor,  leaf,  in  allusion  to  the  odor  when  moistened. 

15.  Pyrallolite  {Xordenskicild,  Schw.  J.,  xxxi.  389,  1820).  From  Finland,  where  it  occurs 
mostly  in  limestone,  with  pjTOxene  and  scapolite.  A  pyrallolite  from  Sibbo  in  Finland  hag 
been  named  Vargasite,  after  (5ount  Yargas,  Huot  Min.,  ii.  676,  1841;  Wargasit  Germ.  Analyses: 
5,  Xordenekiold  (1.  c),  of  the  original  mineral  from  Storgord,  whitish  or  greenish- white,  w  tli 
H.  =  3-5— 4,  G.=:2-53  — 2-73,  for  w'hioh  the  formula  MgSi  +  iH  has  been  written;  6-14,  la 
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by  irppe,  Furuhjelm,  Eimeberg,  and  Seliu  (Anal.  Finsk.  Min.,  from  different  Finland  locali- 
ties— (i,  large  whitish  crystals  from  Storgard,  G.  =  2-53;  7-10,  from  Kulla  quarry  hi  Kimito ;  8. 
whitish,  augitic  in  structure,  11.  =  :}— 4;  y  and  10,  whitish  and  earihy;  II,  green  and  columnar, 
G.  =  2-70,  H.  =  3  — 4,  from  Takvedaholm;  12,  similar,  from  bkriibbole;'  13,  greenish  and  srauular, 
with  G.  =  2-G1,  from  Haapakyla ;  14,  brownish  or  grayish-yellow  and  columnar,  H.  =  8,  G.  =  2'G6, 
from  Frugard.    The  crystalUne  structure  is  that  of  pyroxene.    Xamed  from  -So,  fire,  a.\S',s,  oilier. 

IG.  Schiller  Spar  in  part  (SchiUerstein  Wera.,  Basii/e  pt.)  An  impure  serpentine,  from 
Baste  in  the  Harz,  having  often  the  cleavage  and  forms  of  pyroxene;  H.=:3"5— 4;  G.  =  2'5 — 
2-T-. ;  lustre  metaUic-pearly  to  subvitreous;  color  dark-green  to  pinchbeck-brown.  Analysis  15, 
by  Kohler  (Pogg.,  xi.  r.->2) ;  16,  Rammelsberg  (Pogg.,  xlix.  387).    See  further  JSerpextixe. 

17.  Traversellite  {Scheerer,  Pog,r.,  xciii.  109,  1854).  A  leek-green  mineral,  in  crystals,  hav- 
ing the  form  of  pyroxene,  from  Traverseha  in  Piedmont.    Analysis:  17,  R.  Richter  (1.  c). 

IS.  PiTKARAXDiTE  {Schetrer,  Pogg.,  xciii.  100,  i854^  Has  a  leek-green  or  dark-green  color, 
and  looks  like  unaltered  pyroxene,  having  the  crystal  planes  i-i,  i-i,  with  cleavage  parallel  to 
i-i.  It  is  from  Pitkiiranda  iu  Finland.  Analyses:  18,  R.  Richter  (Pogg.,  xciii.  lOlj;  19,  Frank- 
enhauser.    Scheerer  refers  here  part  of  pyrallolite  (anal.  20). 

19.  Strakoxitzite  {v.  Zejjharovich,  Jahrb.  geol.  Reichs.,  iv.  695,  1853).  Approaches  steatite. 
It  occurs  in  greenish-yeUow  crystals,  soft  and  greasy  in  feel,  with  G-.  =  1*91.  Analysis:  21,  v. 
Hauer  (L  c). 

20.  Moxradite  (Erdmann,  Ac.  H.  Stockh.,  1842,  p.  103).  Probably  a  slightly  altered  pyroxene 
or  hornblende.  Described  as  occurring  granular  massive,  with  two  unequal  cleavages  mutually 
inclined  about  130^ ;  with  H.  =  6,  (jr.  =  '6'261'6  ;  color  yellowish,  honey-yellow,  and  lustre  vitreous. 
Analysis:  22,  Erdmann  (1.  c).  Formula  deduced  (Mg,  Fe)  Si  +  :^  H.  From  Bergen  in  Xorway. 
Named  after  Dr.  Monrad. 


Si 

^1 

Fe 

Mg 

Ca 

H 

1. 

Alid.  augiie 

60-35 

4-16 

0-78 

25-07 

4-94 

4-52  =  99-82  Rose. 

2. 

56-27 

0-45 

5-13 

21-58 

10-89 

3-12  =  97-44  Rose. 

3. 

u 

56-48 

0-10 

4-11 

0-66 

23-46 

9-58 

3-12  =  97-51  Rose. 

4. 

Picrophyll 

49-80 

1-11 

6-86 

30-10 

0-78 

9-83  =  98-48  Svanb. 

5. 

Fyrallolite,  Storg. 

u  u 

56-62 

3-38 

0-89 

0-99 

23-38 

5-58 

3-58,  bit.  &  loss  6-38  Nord. 

6. 

76-23 

1-79 

0-72 

11-65 

2-56 

7-10=100-05  Arppe. 

7. 

u 

Kulla 

56-9 

1-4 

0-6 

[28-7] 
24-72 

3-9 

8-5  =  100  Arppe. 

8. 

11 

48-88 

0-48 

1-55 

0-76 

10-69 

12-33  =  99-41  Rimeberg. 

9. 

ii 

11 

58-87 

1-79 

0-57 

18-39 

11-72 

8-78=100-12  Sehu. 

10. 

li 

u 

66-18 

0-87 

1-83 

18-77 

5-53 

6-48  =  99 -6 ij  Furuhjelm. 

11. 

u 

Takv. 

55-17 

1-18 

1-45 

0-U9 

26-85 

6-33 

9-15=100-17  Arppe. 

12. 

n 

Skrab. 

55-92 

1-55 

1-86 

1-68 

26-1-2 

6-34 

7-56=101-03  Arppe. 

13. 

11 

Haap. 

57-49 

1-11 

1-26 

0-69 

80-05 

2-90 

7-30  =  100-80  Arppe. 

14. 

^t 

Frug. 

63-87 

0-34 

2-18 

23-19 

3-74 

7-32  =  100-64  Arppe. 

15. 

Schiller  spar 

43-08 

1-73 

10-91 

0-57 

26-16 

2-75 

12-43,  €r  2-37  Kohler. 

10. 

41-48 

6-49 

16-61 

27-24 

10-13  =  101-95  Ramm. 

17. 

Traverselliie 

52-39 

1-21 

20-46 

14-41 

7-93 

3-69  =  100-09  Richter. 

18. 

Pitkarandite 

61-25 

0-41 

12-71 

0-83 

13-30 

9-17 

2-52  =  100-19  Richter. 

19. 

u 

54-67 

1-34 

12-84 

0-60 

12-50 

14-42 

2-8()  =  99-19  Frank. 

20. 

11 

Storg.  60-06 

5-67 

1-68 

27-13 

4-62,  Pe  0-67=99-83  Sch. 

21. 

Strakonitzite 

53-42 

7-00 

15-41 

2-94 

1-37 

19-86  =  100  Hauer. 

22. 

Monradite 

56-17 

8-56 

31-63 

4-04=100-40  Erdm. 

T.  S.  Hunt  has  analyzed  some  altered  pyroxenes  (Logan's  Rep.,  1863,  490)  from  Canada,  related 
closely  in  composition  to  his  loganite  (which  is  altered  hornblende ;  see  under  Hornblende)  ; 
and  also 

21.  Hydrous  Diallages  (1.  c,  p.  469),  that  maybe  examples  of  other  alterations  of  the  species. 
The  following  are  his  analyses:  No.  1,  of  a  brittle  cleavable-massive  mineral,  forming  a  bed  in  a 
deposit  of  apatite  in  Xorth  Elmsley,  having  the  cleavages  of  pyroxene  perfect ;  H.  =  3  ;  G.  =  2-538 
— 2-539;  color  greenish-gray;  powder  unctuous.  No.  2,  a  similar  material  from  N.  Burgess, 
having  the  cleavage  of  pyroxene;  a  waxy  lustre  ;  H.  =  2 — 3,  and  G-.  =  2-32 — 2-35;  pale  grayish- 
gicen  color ;  an  unctuous  feel.  No.  3,  a  coarse,  cleavable,  bronze-colored  diallage,  forming  a  rock 
at  Ham.  No.  4,  a  rock  from  Orford,  consisting  of  small  masses  of  pearly,  translucent,  celandin©' 
green  diallage,  with  H.  =  5-0,  and  G-.  =  3-u2 — 3-03: 

Si 

1.  N.  Elmsley,  loganitic    (|)  86-70 

2.  N.  Burgess,       "        (|)  39-30 

3.  Ham,  diallagic  50*00 

4.  Orford,    "  (I)  47-15 


Al 

Fe 

Mg 

Ca 

fi 

10-96 

9-36 

28-19 

14-31=99-52 

14-25 

4-41 

25-73 

16-93  =  100-62 

13-59 

27-17 

3-80 

6-30  =  100-86 

3-45 

8-73 

24-55 

11-35 

5-83  =  101-56 
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A  complete  remoTal  of  the  lime  and  iron  produces  sieaiite  or  talc,  a  common  material  of  pseiido 
morplis.  Bensselaeriie  is  a  variety  of  steatite  (see  Talc),  having-  sometimes  the  cleavage  of 
pyroxene.  Pyrallolite  is  also  in  part  talc  or  steatite  (anal.  5,  13,  14).  Saponite  and  seiyentim 
(q.  V.)  are  other  results-  of  the  same  kind  of  alteration,  they  consisting,  like  talc,  of  silica, 
magnesia,  and  water.  Hortoniie  is  a  steatitic  j)seudomorph  of  pyroxene,  found  in  Orange  Co., 
N.  Y.,  with  chondrodite. 

The  foUowing  are  other  kinds  of  pseudomorphs :  Hematite,  Limonite,  Magnetite,  Palagonite 
(which  see).  In  the  pyroxenes  containing  much  iron,  especially  the  augitic  varieties,  the  protoxyd 
of  iron,  when  moisture  and  air  are  present,  may  pass  to  a  higher  state  of  oxydation,  and  the 
mineral  take  a  red  color  (the  color  of  anhydrous  sesquioxyd  of  iron  {hematite),  or  it  may  take  up 
water  as  well  as  oxygen,  and  become  of  a  hroivnish-yelloio  color,  the  color  of  the  hydrous  sesqui- 
oxyd, or  limonite.  Magnetite  is  another  result,  and  probably  through  the  alteration  of  one  of  these 
oxyds  as  an  intermediate  state. 

Palagonite,  as  Buusen  has  observed,  is  one  of  the  products  arising  in  part  from  the  change  of 
the  iron  to  a  sesquioxyd :  it  is  the  material  of  many  tufas  of  volcanic  regions,  as  those  of  Iceland 
and  Etna,  such  tufas  liaving  been  made  from  doleritic  or  basaltic  lavas  abounding  in  pyroxene. 
Bunsen  remarks  that  palagonite  may  be  made  artificially  by  putting  powdered  basalt  into  a  large 
excess  of  caustic  potash  in  fusion  and  pouring  on  water;  the  product,  after  washing,  is  hydrated, 
pulverulent,  and  gelatinizes  with  weak  acids,  and  its  composition  is  like  that  of  the  purest 
palagonite  of  Iceland.    For  analyses,  see  p.  483. 

Epidote  is  another  mineral  resulting  from  the  kind  of  change  here  mentioned. 

In  one  variety  of  the  diallage  from  the  gabbro  of  Harzburg  (see  analyses  of  others  on  p.  219), 
A.  Streng  found  (B.  H.  Ztg.,  xxiii.  54)  Si  45-73,  5'60,  Pe  12-18,  Fe  8-00,  Mg  12-55,  Ca  8-b6, 
alkalies  0*55,  H  4'68=98*15 — a  percentage  of  oxyd  of  iron  and  of  water  which  indicates  partial 
alteration. 

Gimolite.  In  the  case  of  the  aluminous  pyroxene,  when  aU  the  bases  except  the  alumina  are 
removed  and  water  taken  up,  there  may  result  cimolite  (q.  v.),  a  whitish  clay-like  earth,  which 
has  been  observed  constituting  pseudomorphs  of  augite  at  Bilin  in  Bohemia.  In  the  change  to 
this  aluminous  silicate,  alumina  may  possibly  be  added,  to  some  extent,  from  an  external  source, 
as  from  feldspar  decomposing  in  the  same  rock.  Pisani  gives  the  following  composition  of  a 
greenish  aluminous,  although  talc-like,  pseudomorph  having  the  angles  of  pyroxene  (0.  R.,  hv. 

51):  ..  ,  

Si  M         Fe        3Ig        Ca        Na        K  H 

56-52       20-49       2-67       5*94       0'93       3-32       3-88  7-40 

Glauconite.  Mica.  Under  the  action  of  alkaline  waters,  alkaUes  may  be  introduced.  Thus 
the  hj'drous  mineral  glauconite  (q.  v.)  or  green  earth  may  result  as  a  constituent  of  some  augite  pseu- 
domorphs ;  or  the  essentially  anhydrous  mineral  mica,  which  has  been  observed  by  Kjerulf  as  a 
pseudomorph  after  augite,  in  the  Eittel.  Kjerulf  gives  the  following  analyses  ( 1 )  of  an  unaltered 
augite,  and  (2)  the  mica  derived  from  it  : 

Si        ^1       Fe      Mg      Ca      ]S"a      K  Ign. 

1.  Augite  50-21      6  94     7-59    13-66    19-85      0-33  =  98-58 

2.  Mica  pseud.    43*10    15-05    23-25    10*32     0-81    0-82    4-62    1 '50,  with  Ti  1-03  as  impurity. 

Acmite  (q.  v.)  is  considered  by  Bischof  and  Rose  a  pyroxene  altered  by  the  alkaline  process. 

Quartz.  OjmI.  Calcife.  The  removal  of  the  mineral  by  the  decomposing  and  dissolving 
agencies  may  be  attended  by  the  introduction  of  sUica  from  the  waters  present,  these  waters  hav- 
ing become  siliceous  as  a  consequence  of  the  decompositions.  Hence  may  come  siliceous  pseudo- 
morphs, either  anhydrous  like  quartz,  or  hydrous  hke  opal.  One  such  from  Vesuvius  is  described 
by  Rammelsberg,  which  stiU  contained  some  part  of  the  bases,  affording  him  on  analysis  (Fogg., 
lixx.  3b7): 

Si  85-31,    ^l  1-58,    Pe  1-67,    Mg  1-70,    Ca  2-66,    H:  5-47  =  98-42. 

In  some  cases  the  waters  hold  in  solution  carbonate  of  lime  instead  of  silica,  and  this  salt  of 
'  lime  consequently  takes  the  place  of  the  removed  mineral,  and  so  calcite  pseudomorphs  after  py- 
roxene are  produced. 

2'2.  Uralite.  Augite  also  occurs  altered  to  hornblende,  and  the  product  has  been  named  wraZzfe 
by  Eose(Pogg.,  XX.  322,  1830,  xxvii.  97,  xxxi.  619).  The  crystals  have  the  form  of  augite,  but  the 
cleavage  of  hornblende,  /a  /=  124° ;  they  appear  to  consist  of  an  aggregation  of  minute  hornblende 
prisms.  They  are  subtransparent  in  very  thin  laminae,  have  a  deep-green  color,  a  greenish-white 
streak,  with  H.  =  5  or  nearly,  and  G.  =  3-14— 3-15,  Ural;  3-273,  Silesia,  v.  Rath.  Analyses:  1, 
Kudernatsch  (Pogg.,  xxxvii.  586);  2.  Rammelsberg  (Min.  Chem.,  490);  3,  G-.  v.  Rath  (Pogg.,  xcv 
557): 
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Si  ^1  to  Ifia  Mg  Ca  fi 

1.  Ural       53  05  4-56  16-37  tr.  12-90  12-47   =99  35  Kuder. 

2.  "         50-75  5-65  U;-4:8  0  79  12-28  11-59  1-80  =  99-34  Ramm. 

3.  Silesia    48-70  0-82  25-21    12-01  11-25  I'Ol,  alk.  ^r.  =  99  Rath. 

Uralite  was  obtained  by  Rose  from  a  green  porphyritic  rock  at  Mostovaja,  Lake  Baity  m,  neai 
Katharine nberg,  and  at  Carminskoj,  near  Miask,  in  the  Ural.  It  has  since  been  reported  from 
Arendal  in  Xorway ;  Tavignolo,  near  Predazzo  in  the  Tyrol ;  near  Neurode  in  Silesia,  in  green- 
stone ;  Tuuguragua  in  Quito ;  Mysore  in  India. 

Artif.— Diopside  has  been  observed  as  a  furnace  product  at  the  iron- works  of  Philipsburg,  N". 
Jersey  (G.  J.  Brush,  Am  J,  Sci.,  II.  xxxix.  132);  and  dark-colored  pyroxene  at  Gaspenberg ;  in  an 
old  furnace  near  Hacheburg ;  a  copper  furnace  near  Dilleuburg ;  at  PaMun  and  Oldbury ;  a  man- 
ganese-augite  at  Magdesprung. 

Formed  in  crystals,  as  diopside,  artificially  by  the  action  of  chlorid  of  silicon  on  magnesia 
(Daubree) ;  also,  a  grayish-white  var.,  by  mixing  the  constituents  and  exposing  to  a  high  heat 
(Berthier). 

Augite  in  smaU  yellow  crystals  has  been  found  in  old  fumaroles  at  Eiterkopfe,  near  Andernach 
(v.  Rath). 

238A.  Omphacite.  (Omphazit  [fr.  Baireut]  TFer^z.,  Hofifm.  Min.,  ii.  2,  302,  1812;  Breith.,  ih.,iv. 
2,  125,  1817,  Handb.,  612,  1841,  B.  H.  Ztg.,  xxiv.  365,  397,  1865.) 

Monoclinic.  Cleavage:  in  two  directions  with  the  interangle  115'',  one  perfect,  the  other  imper- 
fect. Massive,  granular,  dissemmated.  II.=5  — 6.  a.  =  3-2  — 3-3  ;  3-1 78— 3  23 1,  Breith. ;  3-268, 
fr.  Ober-Pferdt,  3-27(».  fr.  between  Wustuben  and  Weppenreuth,  3-243,  fr.  Silberbach,  3-3ul,  fr. 
Stambacli,  all  in  the  Fichtelgebirge,  Fikenscher.    Lustre  vitreous.    Color  grass-  to  leek-green. 

Comp. — Analyses  by  J.  Fikenscher  (B.  H.  Ztg.,  xxiv.  397 ) : 


1.  Ober-Pferdt 

2.  "Wustuben 

3.  Silberbach 

4.  Stumbach 

5.  Pacher,  Styria 


Si      ^1  Fe      Mg  Ca 

52-57  9-12  5-32  13-75  17-41 

52-35  9-69  4-()8  12-85  18-05 

52-77  9-19  4-81  13  60  18  11 

52  16  8-71  11-63  10-77  14-16 

50-29  6-67  3-26  15  22  21-50 


Na     K  ign. 

1-11  0-28  0-32=99-98 

1-73  0-32  0-62=99-69 

1-22    0-41  =  100  11 

0-87  0-14  0-50=99-94 

0-88  0-88  0-45,  €r  2  07  =  100-64 


Anal.  1  gives  for  the  0  ratio  of  R,  K,  Si,  2-6  :1  :  6-1 ;  No.  2,  2-8:1:  6-4;  No.  5,  13-3  :  3-75  :  26-13 
(differing  much  from  those  adopted  by  Fikenscher).  Although  much  care  was  taken  to  use  the 
pure  mineral,  the  results  seem  to  indicate  an  intimate  mixture  with  some  alumina  silicate ;  and 
possibly  with  lime-garnet  or  kyanite,  which  are  its  associates.  If  this  be  the  case,  the  mineral 
may  stih  be  pyroxene  or  hornblende,  as  has  been  supposed.  After  an  examination  of  the  mineral, 
we  regard  with  doubt  the  cleavage  angle  given  by  Breithaupt. 

Omphacite  occurs  near  Hof  in  Baireut,  Bavaria,  at  the  localities  mentioned  above,  and  also  at 
Pacher  in  Styria.  It  is  intimately  mixed  with  a  lime-garnet,  and  also  usually  with  kyanite,  mak- 
ing the  tough  greenish  rock,  spotted  with  pale  garnet,  cahed  eclogyie.  The  rock  contains  often 
scales  of  a  silvery  mica.  The  name  Omphacite  is  from  J'^a^,  an  unripe  grape,  alluding  to  the  color; 
it  is  among  the  names  of  green  stones  mentioned  by  Pliny. 

238B.  ViOLAN  Breithaupt  (J  pr.  Ch ,  xv.  321,  1838).  Occasionally  in  prismatic  crystals,  afford- 
ing, according  to  Descloizeaux,  the  angles,  and  the  planes  /,  i-i,  i-t,  and  i-^,  of  pyroxene,  and  cleav- 
age in  the  direction  of  /.  Usually  lamellar  massive,  sometimes  fibrous.  14.  =  6.  (t.  =  3-233. 
Lustre  waxy.    Color  dark  violet-blue.    Translucent,  but  in  thin  plates  transparent. 

Damour  obtained  (Descloizeaux's  Min.,  i.  66),  in  an  unsatisfactory  analysis  of  the  lamellar  min- 
eral (unsatisfactory  because  this  variety  is  penetrated  by  a  fibrous  mineral  wiiich  appears  to  be 
tremolite).  Si  56-11,  Al  9-U4,  Fe  2-46,  Mn  2-54  Mg  10-40,  Ca  13-62,  Xa  5-63,  =  99-8<i.  Plattner 
had  previously  ascertained  by  his  trials  (J.  pr.  Ch.,  xv.  321)  that  it  was  a  silicate  of  alumina,  iron, 
manganese,  lime,  magnesia,  and  soda. 

It  is  unaltered  in  the  closed  tube.  B.B.  fuses  easily  to  a  clear  glass,  coloring  the  flame  yelloT 
(soda).    With  borax  and  ro  la  gives  reactions  for  manganese  and  iron. 

Occurs  in  small  seams  with  white  quartz,  white  fibrous  tremolite  spotted  violet  with  mangancoe, 
greenovite  and  manganesian  epidote,  in  the  braunite  of  St.  Marcel,  in  the  vahey  of  Aosta,  Pied 
mont.    Named  from  its  color. 


239.  .53GIRITE.    ^giriu  E.wiark,  Berzehus,  Jahrb.  Min.,  1835,  184. 

Monoclinic,  and  isomorphons  with  pyroxene.  Cleavage  :  i-i  perfect ;  J 
less  so  ;  i-l  still  less.    Usual  in  striated  or  channelled  prisms. 
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H.  =  5-5  — 6.  G.=345— 3-58  ;  3-578,  fr.  Skaadcie,  Eammelsberg  ;  3-404, 
fr.  Berkevig.  Pisani.  Lustre  vitreous.  Color  greenish-black.  Streak  dark- 
green.    Subtranslucent  to  opaque. 

Comp.—R^Si-'  +  3PeSi^=(iir  +  f  1*6)813=,  if  S=Ca  +  ^s'a  +  Fe,  Silica  50-7,  sesquioxyd  of  iron 
22-6,  protoxyd  of  iron  lOM,  lime  7-9,  soda  8-7  =  100.  Analyses:  1,  Eammelsberg  (Pogg.,  ciii.  28G, 
302) ;  2,  Pisani  (C.  R.,  Ivi.  846) : 

Si    ^1  Fe    Sin  Mg  Ca     Na  K 

1.  Skaadoe    5iV52  1-22  22-07  8-80  1-40  1-28  5-97    9-29  0-94  =  100-72  Ramra. 

2.  Berkevig  52-11  2-47  22-80  8-40           0-41  2-60  12-1(),  H  0*30=  101-19  Pisani. 

For  an  imperfect  anal,  by  Plantamour,  see  Bibl.  Univ.  Geneve,  1841. 

As  Rammelsberg  observes,  segirine  holds  the  same  relation  in  composition  to  pyroxene  that 
arfvedsonite  does  to  hornbleBde ;  in  each  alkalies  being  present,  and  sesquioxyd  of  iron  replacing 
to  a  large  extent  the  protoxyd  bases. 

Pyr.,  etc. — B.B.  fuses  easily,  coloring  the  flame  yellow  (soda) ;  gives  a  magnetic  globule  ou 
charcoal.    Not  appreciably  attacked  by  acids. 

Obs.— Occurs  with  leucophanite,  cancrinite,  elseohte,  in  Norway,  near  Brevig,  on  the  Isle  of 
SkaadOe.  and  at  Berkevig. 

Yon  Hornberg  obtained  from  a  perfect  crystal  from  Lamoe,  /A  7=87''  21'  — 87°  47',  and  92°  48' 
—  92''  20',  the  variation  owing  to  a  slight  irregularity  in  the  prism,  the  edges  and  faces  being  not 
quite  parallel. 

Named  after  -^Egir,  the  Scandinavian  god  of  the  sea. 

240.  ACMITE.    Achmit  Strom,  Ak.  H.  Stockh.,  1821,  160,  and  Berz.,  ib.,  163.    Akmit  Germ. 

Monoclinic.  6^=74°,  I A  7=86°  56' ;  a:h:  c= 0-5405  : 
1 :  0*9135.  Occurring  planes  :  0 ;  vertical,  i-i,  I: 
dome,  2-1;  pyramidal,  4-2,  —12-3,  12-|.  4-2  replaces  the 
edge  between  2-1  and Cleavage:  /distinct;  ^'-Hessso. 
Plane  i-i  often  longitudinally  striated  or  channelled.  Twins  : 
composition-face  i-i ;  common. 

H.=6.  G.=:3-2— 3-53  ;  343,  Eammelsberg,  piece  of  a 
crystal ;  3*53,  same  pulverized.  Lustre  vdtreous,  inclining 
to  resinous.  Streak  pale  yellowish-gray.  Color  brownish 
or  reddish-brown  ;  in  the  fracture  blackish-green.  Opaque. 
Fracture  uneven — earthy.  Brittle.  Plane  of  optical  axis 
parallel  to  clinodiagonal  section,  Descl. 

Comp  — ]&^Si^+2PeSi^=(^R3  +  |Pe)Si^=,  if  N'a:  Fe=3:  1,  SiHca  51-3, 
sesquioxyd  of  iron  30*4,  protoxyd  of  iron  .5-1,  soda  13-2.  Analyses:  1.  Ber- 
zelius  (Ak.  H.  Stockh.,  1821,  160);  2,  Lehunt  (Thomson's  Min.,  i.  480) ;  3, 
Rammelsberg  (Pogg.,  ciii.  300) : 

Si     3Pe    Mn     Fe     ]$In    Oa  Na 

1.  Rundemyr  55-2.5  31-25   1  08    0  72  10-40,  "Ti =  98-70  B. 

2.  "         52-02    28-08  3  49  0-88  13-33,  Mg  0-50,  ^1  0-68  = 

98-98  L. 

3.  "         51-66  28-28    5-23  0-69    12-46,   K  043,  fi  Ml, 

ign.  0-39  =  100-25  R. 

The  protoxyd  bases  are  mainly  soda  and  protoxyd  of  iron.  Rammelsberg  makes  the  ratio  of 
the  former  to  the  latter  3 :  1.  The  ratio  of  the  protoxyds  to  the  sesquioxyds  is  1  :  2,  while  it  is 
1 :  1  in  aegiriue,  and  1  : 4  in  spodumene.    Anal.  1  gives  the  0.  ratio  for  bases  and  silica=l  :  2^. 

Pyr.,  etc. — B.B.  fuses  at  2  to  a  lustrous  black  magnetic  globule,  colormgthe  flame  deepyeUow, 
and  with  the  fluxes  reacts  for  iron  and  sometimes  manganese.    Slightly  acted  upon  by  acids. 

Obs.— Acmite  occurs  at  Rundemyr,  4  m.  S.  of  Dunserud,  near  Kongsberg  in  Norway,  in  slender 
crystals,  sometimes  nearly  a  foot  long,  imbedded  in  feldspar  and  quartz ;  the  crystals  are  often 
macled  and  beut,  and  quite  fragile. 


BISILICATES. 


225 


Named  from  W/i^,  a  point,  in  allusion  to  the  pointed  extremities  of  the  crystals. 

Gr.  Rose  has  suggested  that  acmite,  as  hitherto  observed,  is  probably  in  a  somewhat  altered 
condition,  and  that  possibly  the  ajgirine  of  Brevig  is  acmite  in  an  unchanged  state  (Kryst.  Ch. 
Min.,  76,  1852). 


241.  RHODONITE,  Rother  Braunstein  pt.  Min.  of  last  Cent. ;  fr.  Kapnik,  Bnprecht  (with  anal.), 
Phys.  Arb.  Wien,  i.  55,  lii82;  Crell's  Ann.,  i.  297,  1790.  Rothbraunsteinerz  pt.  Wern. 
Dichtes  Roth-Braunsteinerz  (Kapnikker  Feldspath)  Karsi.,  Tab.,  54,  78,  1800  (favoring  its  being 
a  distinct  species,  while  others  (Hauy,  Reuss,  etc.)  supposed  it  the  carbonate  mixed  with 
quartz).  Rothstein  pt.,  Kieselmangan,  Mangankiesel,  Germ.  Manganese  Spar  pt. ;  Red  Man- 
ganese ;  Bisilicate  of  Manganese.  Rhodonit  Jasche,  Germar,  in  Schw.  J.,  xxvi.  112,  1819 
Uydropit  Germar,  ib.,  115. 

Bustamite  (fr.  Mexico),  Bisilicate  de  Manganese  et  de  Chaux,  A.  Brongn.,  Ann.  Sci.  Nat.,  viii. 
411,  1826.  Fowlerite  (fr.  Hamburgh,  N.  J.)  Shep.,  Min.,  186,  1832,  ii.  25,  1835.  Kapnikite 
Huot,  1.  239,  1841.  Paisbergit  Igelstrdm,  (Efv.  Ak.  Stockh.,  143,  1851 ;  J.  pr.  Ch.,  liv.  192,  1851. 
Mangan-Araphibol  Herm.,  J.  pr.  Ch.,  xlvii.  7,  1849= Her mannit  Kenng.,  Min.,  71,  1853  =  Cum- 
miugtonit  Ramm.,  Min.  Ch.,  473,  1860. 

\  Triclinic,  but  approximately  isomorplioiis  with  pyroxene.  Angles,  accord- 
ing to  Greg  and  Dauber,  and  also  those  of  pyroxene  : 
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Greg. 

Dauber. 

In  Pyroxene. 

/A/ 

87°  20' 

87°  38' 

87°  5' 

0^I 

93  50 

93  28i 

100  57 

OM' 

110  40 

111  81 

100  57 

I 

136  20 

136  8i 

133  321 

I 

138  20 

138  Hi 

136  27i- 

7a2 

M8  42 

148  47 

144  35 

/'A2^ 

142  30 

142  39i 

144  35 

/A  2^ 

86  35 

85  24 

Cleavage:  /perfect;  6^  less  perfect.    Usually  massive. 


H. 


0"0 


3-63, 


•0.  G.==3-4— 3-68  ;  3*612,  Longban  ;  3'634,  Siberia  ^ 
Stirling,  Hermann.  Lustre  vitreous.  Color  light  brownish-red,  flesh- 
red,  sometimes  greenish  or  yellowish,  when  impure ;  often  black  outside 
from  exposure.  Streak  white.  Transparent — opaque.  Fracture  con- 
choidal — uneven.    Yery  tough  when  massive. 

Comp.,  Var. — Sihcate  of  manganese,  Mn  Si=Silica  45*9,  prot.  manganese  54*1  =  100.  Usually 
some  Fe  and  Ca,  and  occasionally  ^In,  replaces  part  of  the  Mn. 

1.  Ordinary,  [a]  Crystallized.  Either  in  crystals  or  foliated.  The  ore  in  crystals  from  Pais- 
berg,  Sweden,  was  named  Paisbergite  under  the  idea  that  it  was  a  distinct  species,  (l)  Granular 
massive. 

2.  Calciferous ;  Bustamite.  Contains  9  to  15  p.  c.  of  lime  replacing  part  of  the  Mn.  Often 
also  impure  from  the  presence  of  carbonate  of  lime,  which  suggests  that  part  of  the  lime  replacing 
the  Mn  may  have  come  from  partial  alteration.  G-rayish-red.  ISTamed  after  Mr.  Bustamente,  the 
discoverer. 

3.  Zinciferous ;  PowLERiTE.  In  crystals  and  foliated,  the  latter  looking  much  like  cleavable  red 
feldspar;  the  crystals  sometimes  half  an  inch  to  an  inch  through.  Ja/=86'  30',  Torrey.  G.= 
3-34,  Breith. ;  3-44.  Thomson.  This  mineral  is  mentioned  by  Fowler  in  Am.  J.  Sci.,  ix.  245,  1825  as 
Siliceous  oxyd  of  manganese  from  Sterling,  N".  J.,  and  as  often  containing  dysluite  (zinciferous  spinel). 
It  occurs  under  the  same  name  in  Robinson's  Cat.  Amer.  Min.,  298,  1825.  It  is  Thomson's  ferro- 
silicate  of  manganese.  Ann.  Lye,  N".  Y.,  iii.  28.  1828. 

Analyses:  1,  BerzeUus  (Afhandl,  i.  110,  iv.  882);  2,  3,  Ebelmen  (Ann.  d.  M.,  IV.  vii.  8);  4, 
Hermann  (J.  pr.  Ch.,  xlvii.  6)  ;  5,  A.  Schlieper  (This  Min.,  463,  1850);  6,  Igelstrom  (J.  pr.  Ch.,  liv. 
190) ;  7,  H.  Hahn  (B.  H.  Ztg.,  xx.  267) ;  8,  Dumas  (Ann.  Sci.  Nat.,  viii.  411) ;  9,  Ebelmen  (L  c.) . 

15 
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10,  Eammelsberg  (ZS.  G.,  sviii.  34);  11,  Pisani  (C.  R.,  Ixii.  102);  12,  Hermani  (1.  c.) ;  13,  Ram- 
raelsborg  '^Min.  Ch.,  459) : 


ol 

X  e 

Jin 

Zin 

Jig 

Pa 

±1 

L^au 

k  1 

Longban 

4:0  UU 

4:y  U4 

 =100  38  Berz 

o 
Z. 

Algiers 

40  4y 

QQ- 1  ^; 

OV  4o 

4  DO 

 =98  63  Lbelmen. 

D 
O. 

ibi.  iwarcei 

A  «'Q7 
4d  O  i 

4:  <  .JO 

f;  Q 
C  of5 

 =99"23  Ebelmen. 

4, 

Cuminington 

48-91 

if. 

46-74 

2-00 

2-35 

—  ]  QQ  Hermann. 

5. 

51-21 

4-;-i4 

42-65 



ir. 

2-93 



 -=101-13  Schliep. 

6. 

Paisbergite 

46-46 

3-31 

41-88 



0-91 

8-13 



 =100-69  Igelstr. 

1. 

Elbingerode 

44-S6 

1-52 

42-98 

6-15 

3-06 

0-95 

 ,A10-74,  FeS2  0-4: 

=  100-65  Hahn, 

B.  8. 

Mexico,  Bust. 

l^  it, 

48-90 

0-81 

36-06 

14-57 

 =100-34  Dumas. 

9. 

44-45 

ri5 

26-96 

0*64 

14-43 

12-27=99-90  Ebelmen. 

10. 

u  u 

47-35 

42-08 

9-60 

0-72 

 =99-75  Ramm. 

11. 

Vicentine  " 

46-19 

1-05 

28-70 

2-17 

13-23 

3-06 

6-95  =  101-35  Pisani. 

C.  12. 

Stirling,  Foi'jI 

46-48 

7-23 

31  52 

5-85 

8-09 

4-50 

100 

 =99-67  Hermann. 

13. 

11  ii 

46-70 

8-35 

31-20 

5-10 

2-81 

6-30 

0-28 

 =100-74  Ramm. 

Schlieper  found  his  specimen  (one  furnished  by  the  author  and  seemingly  unaltered)  to  consist  partly 
of  carbonate  of  manganese  and  other  bases.  By  digestion  in  concentrated  muriatic  acid,  it  aftbrded 
90-15  per  cent,  of  sihcate  of  manganese,  and  9-85  soluble  portion.    The  latter  gave  on  analysis: 

Mn  C  50-52       Fe  C  8-60       Ca  C  37-17       Mg  C  2-44      Hand  loss  1-27  =  100. 

Ten  p.  c.  of  carbonates  had  been  previously  found  in  the  Cummington  mineral,  by  E.  Hitch- 
cock. Allowing  that  the  ten  p.  c.  of  carbonates  in  Schliepers  specimen  had  been  formed  at  the 
expense  of  the  bases  in  the  rhodonite,  and  also  that  there  was  some  free  sihca  in  minute  points 
or  grains,  as  was  obvious  to  the  eye,  the  oxygen  ratio  cannot  be  taken  as  different  from  that  of 
rhodonite. 

Hermann's  2fangan-amphibol  (1.  c.)  was  based  on  an  analysis  of  this  Cummington  mineral. 

Ruprecht,  w^ho  published  his  first  analysis  of  the  species  in  1782,  obtained  Si  55-06,  manganese 
35-15,  iron  7-04,  iil  1-56,  w^ater  0-78  =  99-59.    Huot  based  his  species  Kapnikite  on  this  old  analysis. 

Brandes  obtained  for  the  Ilijdropitc,  a  rose-colored  ore  from  Kapnik,  having  G.  =  2-8  (Schw.  J., 
xxvi.  )  Si  53-50,  'Mn  41-93,  Fe  1-00,  Al  1-24,  H  3-00;  it  has  been  considered  a  tersilicate,  with  the 
formula  Mn'^  Si^ ;  but  it  was  probably  an  impure  rhodonite. 

Pyr.,  etc. — B.B.  blackens  and  fuses  with  shght  intumescence  at  2*5;  with  the  fluxes  gives  re- 
actions for  manganese  ;  fowlerite  gives  with  soda  on  charcoal  a  reaction  for  zinc.  Slightly  acted 
upon  by  acids.  The  calciferous  varieties  often  eflervesce  from  mechanical  admixture  with  carbon- 
ate of  hme.  In  powder,  partly  dissolves  in  muriatic  acid,  and  the  insoluble  part  becomes  of  a 
white  color.    Darkens  on  exposure  to  the  air,  and  sometimes  becomes  nearly  black. 

Obs. — Occurs  at  Longban,  near  Philipstadt  in  Sweden,  in  iron  ore  beds,  in  broad  foha,  and  also 
granular  massive,  the  Paisberg  iron  mine,  where  it  occurs,  being  the  origin  of  the  uame  jja/i&e/-(/<;'^e; 
also  at  Elbingerode,  in  the  Harz  ;  in  the  district  of  Katherinenberg  in  the  Ural ;  with  tetrahedrite 
at  Kapnik  in  Transylvania ;  in  Cornwall,  etc. 

Occurs  in  Cummington,  Mass.,  and  some  of  the  neighboring  to\^^is,  in  boulders ;  also  in  "War- 
wick, Mass. ;  in  an  extensive  bed  on  Osgood's  farm.  Blue  Hill  Bay,  Maine  ;  in  Irasburg  and  Coven- 
,try,  V^t. ;  near  Winchester  and  Hinsdale,  N.  H. ;  at  Cumberland,  R.  I. ;  foivlerite  at  Hamburg  and 
Stirhng,  New  Jersey. 

Named  from  (juSov,  a  rose,  in  allusion  to  the-color.  The  name  is  attributed  to  Jascheby  Germar 
(1819),  but  is  not  in  the  Kleine  Min.,  Schriften  of  Jasche  (1817). 

Alt. — There  are  two  prominent  methods  of  alteration,  which  may  act  separately  or  together. 
(1)  Through  the  strong  tendency  of  the  protoxyd  of  manganese  to  pass  to  a  higher  state  of  oxy 
dation ;  in  which  process  the  red  color  changes  to  brown  or  black,  commencing  with  the  exterior, 
■which  becomes  a  black  crust  to  the  mass.  Indefinite  mixtures  thus  result,  which  may  be  either 
partly  silicate,  or  wdiolly  one  or  more  oxjds  of  manganese.  (2)  Through  the  tendency  of  the 
protoxyd  of  manganese  and  other  protoxyds  present  to  unite  with  carbonic  acid  aftbrded  by  alka- 
line carbonated  w^aters,  this  causing  the  silicate  to  be  penetrated  with  carbonate  of  manganese, 
and  often  also  with  carbonate  of  lime  or  iron.  The  color  of  the  result  after  this  latter  method  is 
usually  grayish-red  to  grayish- white,  and  sometimes  brown. 

I.  By  Oxydation ;  not  Hydraled  or  Carbonated. 

A.  Marcelixe  Berihier  (Ann.  Ch.  Pharm.,  li.  79,  1832).  Color  grayish-black  to  iron-black; 
lustre  submetaUic;  G.  =  3-8;  H.  =  5-5  — 6.  From  St.  Marcel  in  Piedmont.  Heieroclin  Breith. 
{Evreinqff,  Pogg.,  xhx.  204,  1840)  is  from  the  same  locahty,  and  of  the  same  nature,  as  recognized 
by  Breithaupt. 
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B.  DrssxiTE  L\  Kohell  (Grundz.,  328,  1838)  is  Thomson's  sesquisilicate  of  Jf.,  from  Franklin,  N.  J 
(Ann.  Lyc.  X.  York,  1.  c),  an  iron-black  ore,  vdth  G.  =  3-67  ;  it  is  altered  fowlerite.  Yon  Kobell 
cites  Thomsons  analysis  (see  below),  and  gives  no  descripdon  of  his  own. 

n.  By  Oxydation;  Hydrated. 

Stratopeite,  "^ittingite,  Xeotokite,  are  names  of  results  of  this  kind  of  alteration.  They  are 
found  along  with  rhodonite.  They  contain  about  35  p.  c.  of  silica.  See  Xeotocite  under  Htdrocs 
SiLTCATKS.  Opsimose  of  Bendant  and  Klipsteinite  of  v.  KobeU  are  names  of  a  similar  hydrous  silicate 
containing  about  25  p.  c.  of  silica. 

III.  Carbonated. 

A.  AllaCtITE  Jasche  (Germar,  Schw.  J.,  xxvi.  112,  1819;  Grunmanganerz  Jasche.,  Kleine  Min. 
Schriften,  10,  1817).  from  Schebeuholze,  near  Elbingerode  in  the  Harz,  is  either  dull-green  or  red- 
dish-brown, and  affording  du  Menil  (Gilb.  Ann..  Isi.  197)  7*5  p.  c.  carbonic  acid.  The  name  AUcl- 
giie,  like  Rhodonite,  is  not  in  the  Kleine  Schriften  of  Jasche,  but  is  attributed  to  Jasche  by  Germar. 

B.  PnoTiciTE  {Germar^  Schw.  J.,  xxvi.  116;  Photizit  Brandes,  ib.,  138)  is  yellowish- white,  Isa- 
bella- and  wax-yellow,  greenish-gray,  pearl-gray,  to  rose-red;  G.=:2*8  — 3,  from  the  same  locality 
with  the  allagite.  «  It  afibrded  Brandes  (ib.,  136)  11  to  14  p.  c.  of  carbonic  acid,  with  some  water. 
Corneous  manganese  [Honi-maagan  of  Jasche)  is  of  simiJar  nature,  it  containing  5  to  10  p.  c.  of 
carbonic  acid ;  color  brown  to  gray.  And  so  also  the  Cummmgton  rhodonite,  which  afforded 
Schlieper  1 0  p.  c.  or  more  of  carbonates. 

Analyses:  1,  Berthier  (L  c.);  2,  Berzehus  (Schw.  J.,  xxi.  254);  8,  Evreinoff  (Pogg.,  xhx.  204); 
4.  Damour  (Ann.  d.  M.,  lY.,  J.  pr.  Ch.,  xxriii.  234) ;  5,  Thomson  (Lyc.  Xat.  Hist.,  N.  Y.,  iiL  33); 
6,  7,  du  Menil  [L  c);  8-10,  Brandes  (1.  c.)  : 


Si 

^1 

Mn 

Fe 

Ca 

Mg 

H 

c 

1. 

Jlarceline 

26-00 

3-00 

67-23 

1-23 

1-40 

1-40 

=  100-25  Berthier. 

2. 

Ileierodin 

15-17 

2-SO 

75-80 

4-i4 

=  97-71  Berzelius. 

3. 

10-16 

85-87 

3-28 

0-61 

K  0-44=  100-36  Ett. 

4. 

(( 

10  24 

76  32 

11-49 

1-14 

0-26 

=  99-45  Damour. 

5. 

Dyssnite 

38  39 

51-67 

9-44 

=  99-50  Thomson. 

6. 

Allagite,  green 

16-(M) 

73-71 

7-50 

=  97-21  du  Menil. 

"  hrown 

16-00 

75-1  0 

tr. 

7-50 

=  9S-5i)  du  Menil. 

8. 

Photicite,  yv:h. 

39-00 

0-25 

0-50 

4613 

3  00 

11-00 

=  99-88  Brandes. 

9. 

"  gyh. 

36-00 

6-00 

0-50 

37-39 

6-00 

14-00 

=  99-89  Brandes. 

10.  Horn^manganese 

35 -uO 

U-25 

57-16 

2-50 

5-00 

=99-91  Brandes. 

Bustamite  altered  to  kaolin  has  been  described  by  Ebehnen  (Ann  d.  M.,  lY.  vii.  1)  and  Damour 
(Bull.  G.  Soc,  vii.  224). 

Berthier  obtained  for  a  Graubiindten  (GrisDns)ore  (Ann.  Ch.  Phys.,  H.  79)  Si  15-3,  ?*tn  80-9,  Fe 
1-0,  Al  1-0  =  98-2  :  and  Schweizer  for  the  same  (J.  pr.  Ch.,  xxiii.  278)  Si  15-50,  ?tfn  77-34,  Fe  3-70, 
Ca  1-70,  EE  1-76=100. 

The  ores,  as  alteration  continues,  graduate  into  true  oxrds  of  manganese.  A  kind  from  Pesillo 
{caWed  P(silliie  by  Huot,  Min.,  1841)  afforded  Berthier  Si  6-8,  Mn  84-2,  0,  H  6-7,  Fe  2-8,  Co  0-8 ;  it 
had  lost  nearly  aU.  of  the  silica  in  the  change. 


242-  BABINGTONITE.    Levy,  Ann.  Phil.,  II.  vii.  275,  1824. 

Triclinic,  but,  like  rhodonite,  approaching  pyroxene  in  form.  Observed 
planes  as  in  the  annexed  figures.    I A  I=S1°  24t\  Dauber;  87°  26',  Levy. 


0  A  7=92°  32'    I A  -2=150°  19' 
0  A  /'=112  12    I A  -2=89  13 
0  A  l'=132  21:  T  A  i-i=lS2  34: 
0  A  -2=122  22  T  A  {-1=136  16 
0  A  -2'=136  51:  /'  A  -2=98  37 
0  A  2=117        /'  A-2'=155  IS 
/A^-z=131:50  7' A 1',  adj. ,  =  115  21 
7a  ^-2=137  20 

H.  =  5-5-6.     G.  =  3-35  -  3-37  ; 
3"355,  Thomson  ;  3*366,  Rammelsberg. 
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dark  greenish-black  ;  thin  splinters  green  in  the  direction  of  0^  and  brown 
transversely.  Faintly  translucent ;  large  crystals  opaque,  or  faintly  sub- 
translucent.    Fracture  imperfectly  conchoidal. 

Comp.— 3  R^Si^+^Pe  Si^  Rammelsberg ;  =(|R^  +  i3Pe)  Si'=,  if  9  11=2  Fe  +  1-5  Mn  +  5  o 
Ca,  Silica  50-1,  sesquioxyd  of  iron  11-1,  protoxyd  of  iron  10"0,  protoxyd  of  manganese  7-4. 
lime  21-4  =  100.    Analyses:  1,  Arppe  (Berz.  Jahresb.,  xxii.  205);  2,  R.  D.  Thomson  (PhU.  Mag 
xxvii.  123);  3,  Rammelsberg  (Pogg.,  ciii.  287,  304): 

Si  3Pe  Mg  Ca  Fe  Mn  ^1 

1.  54-4  —  2-2  19-6  21-3  I'S 

2.  47-46    2-21  14-74  16-81  10-16 

8.       51-22  11-00  0-77  19-32  10-26  17-91 


0-3,  ign.  0-9=100-5  Arppe. 
6-48,  ign.  1-24= 99- 10  Thomson. 
 ,  ign.  0-44=100-92  Ramm. 


Pyr.j  etc. — B.B.  fuses  at  2-7  to  a  black  magnetic  globule,  and  with  the  fluxes  gives  reactions 
for  iron  and  manganese.    Unacted  upon  by  acids. 

Obs. — Babiugtonite  occurs  in  distinct  crystals  at  Arendal,  in  Norway,  associated  with  epidote 
and  massive  garnet,  and  in  the  Shetland  Isles,  imbedded  in  white  quartz.  It  was  named  after 
Dr.  Babington  ;  it  resembles  some  dark  varieties  of  pyroxene. 

In  the  United  States  it  is  said  to  coat  crystals  of  feldspar,  at  Gouverneur,  St.  Lawrence  Co., 
N.  Y.    On  cryst.,  see  Dauber,  Pogg.,  xciv.  402. 

Small  black  polished  crystals  coating  mica  slate,  or  micaceous  gneiss,  at  Athol,  Mass.,  referred 
by  Shepard  to  Babiugtonite,  may  possibly  belong  here. 


243.  SPODUMENE. 


Monoclinic.  C- 


UAndrada,  Scherer's  J.,  iv.  30,  and  J.  de  Phys.,  li.  240,  1800. 
Triphane  H.,  Tr.,  iv.  1801. 


:69°  40' Za  7=87°,  6>  A  2-1 

O  hi4=(jT  40' 
6>  Al=:134  12 
6^  A  2=110  50 
i-i  A  7=133  30 

1-  i  A  ^-3=107  33 

2-  1  A  2-1,  top,  =  80 
i-\  A  2-1=139  30 

A  2-1=102  54^ 


:130°  30'. 


i-i  A  2=117°  19' 
i-i  A  2-2=125  12 

A  1=101  6 
i-l  A  2=134  19 
Ja  2=145  50 
/A  1=121  28 

1  A  1=116  19 

2  A  2=91  24 


Crystals  large.  Cleavage  :  i-i  very  perfect ;  /  also 
perfect ;  1-1  in  traces  ;  in  strise  on  i-i.  Twins,  com- 
position-face i-i.  Also  massive,  with  broad  cleavage 
surface 

H.  =  6-5-7.  G.=3-13-3-19  ;  3-17,  Haidinger  ; 
3-188,  Dublin  Bay,  Thomson  ;  3*133,  Uto,  Eammels- 
berg;  3*137,  Sterzing,  id. ;  3482,  Sterling,  Smith;  3*18,  Is'orT\ach,  Brush. 
Lustre  pearly.  Cross  fracture  vitreous.  Color  grayish-green,  passing  into 
greenish-white  and  grayish-white,  rarely  faint-reddish.  Streak  uncolored. 
Translucent — subtranslucent.    Fracture  uneven. 

Comp.— R^  Si'  +  4^1  Si'=(iR^  +  f  ^)  Si^=if  R=:U  Silica  64*2,  alumina  29-4,  lithia  G-4==100. 
Analyses:  1,  R.  Hagen  (Pogg.,  xlviii.  361) ;  2,  Thomson  (Min.,  i.  302) ;  3,  4,  Rammelsberg  (Pogg., 
Ixxxv.  544) ;  5-8,  Smith  and  Brush  (Am.  J.  Sci.,  II.  xvi.  372) : 


1.  Uto 

2.  KiUiney 
S.  Ut5 

4.  Tyrol 

5.  Norwich 


Si 

XI 

Ca 

Li 

Na 

K 

6614 

27-02 

0-32 

3-84 

2-68 

63-81 

28-51 

Fe  0-81 

0-73 

5-60 

65-02 

29-14 

Fe  tr. 

0-50 

5-47 

0  46 

014 

65-53 

29-04 

Fe  1  -42 

0-97 

4-49 

0-07 

0-07 

64-04 

27-84 

0-64 

0-34 

5-20 

0-66 

0-16 

ft 

 =100  Hagen. 

0-36=99-84  Thorn. 

 ,  Mg  0-15  Ramm. 

 ,  Mg  0-07  Ramm, 

0-50  =  99-38  S.  &  B. 
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Si 

^1 

Ca 

Li 

Xa 

K  fl 

6.  Norwich 

63  65 

28-97 

0-31 

505 

0-82" 

 0-50  S.  &  B. 

63-90 

28-70 

0-26 

4-99 

0-80» 

  0-60  S.  &  B. 

8.  Sterling 

64-50 

25-30 

2-55 

043 

5-65 

1-10» 

  0-30,  Mg  0-06=99-89  S 

•    *  With  some  potash ;  in  5,  6,  7,  magnesia,  tr. 

In  a  specimen  from  Sterling,  Mass.,  Hagen  found  Si  65-247,  Al,  Ve  27-556,  and  in  another  from 
Tyrol,  Si  66-027,  Al  26-451.  G.  J.  Brush's  earlier  analyses  (Am  J.  Sci.,  II.  370)  are  rejected 
by  him. 

"  Pyr.,  etc. — B.B.  becomes  white  and  opaque,  swells  up,  imparts  a  purple-red  color  (lithla)  to 
the  flame,  and  fuses  at  3-5  to  a  clear  or  white  glass.  The  powdered  mineral,  fused  with  a  mixture 
of  bisulphate  of  potash  and  fluor  on  platinum  whe,  gives  a  more  intense  lithia  reaction.  Xot 
acted  upon  by  acids. 

Obs. — Occurs  on  the  island  of  Ut5  in  Siidermanland.  Sweden,  with  magnetic  iron  ore,  quartz, 
tourmaline,  and  feldspar ;  also  near  Sterzing  and  Lisens  in  the  Tyrol,  and  of  a  pale-green  or  yel- 
lomsh  color,  imbedded  in  granite,  at  KilUney  Bay,  near  Dublin,  and  at  Peterhead  in  Scotland. 

Occurs  in  granite  at  Goshen,  Mass.,  associated  at  one  locality  with  blue  tourmahne  and  beryl ; 
also  at  Chesterfield,  Chester,  Norwich,  and  Sterling,  Mass. ;  at  Windham,  Maine,  near  the  bridge, 
along  with  garnet  and  staurotide ;  at  Winchester,  N.  H. ;  at  Brookfield,  Ct.,  a  few  rods  north  of 
Tomhnson's  tavern,  in  small  grayish  or  greenish-white  individuals  looking  like  feldspar ;  near 
Ballground,  Cherokee  Co.,  Ga.  At  Norwich,  Mass.,  it  is  associated  with  trii^hyline,  mica,  beryl, 
and  albite;  one  crystal  from  this  locality  was  16^  inches  long,  and  10  inches  in  girt.  Fig.  221  is 
of  a  crystal  from  this  locality,  and  is  two-thirds  the  natural  size.  WeU  terminated  crystals,  having 
the  terminal  planes  2-i,  1,  O,  have  been  observed  by  A.  B.  Kittredge  at  the  SterUng  locality. 
Crystals  also  occur  at  Goshen. 

Named  from  aTT.eog,  asJies,  because  the  mineral  becomes  ash-colored  before  the  blowpipe. 

The  following  are  the  angles  obtained  by  the  author,  with  the  common  goniometer,  from  the 
Norwich  crj'stals  :  0  A  ^■-^■=69'  40',  i-i  A  7=133°  30',  i-i  A  i-3  =  107'.  2-^  A  2-i,  top,  =  80',  i-i  A  24 
=  139'  45',  i-i  A  2-2  =  103",  i-i  A  2  =  116".  i-i  A  1  =  100'  30',  i-i  A  x=140',  i-i  A  2=134",  i-3  A  2  = 
142=,  /A  2  =  144%  1  A  1  =  117\  2  A  2=92'. 


244.  PETALITE. 


Petalit  cVAndradcL  Scherer's  J.,  iv.  36,  ISOO. 
Ann.  Ch.  Pharm.,  Ixix.  436,  1849. 


Castor  (fr.  Elba)  Breiih. 


C=QV  oJ:'=6^,  below,  on  i-i 
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Monoclinic. 
20^  (8T°-8Ti°  observed), 
0-61511  :  1  :  0-8670. 

Observed  planes  :  0  ;  vertical 
2-i ;  liemidomes,  - 

0  A  7=105°  8' 
6>  A  /,  back,=:Tl  52 
0  A  -f  i==14:9  T 
6>  A-2-^=zm  23 
6>  A-l-^=151  26 
6>  A^-2  =  99  19 
0  A  ^4  =  90 


0  A  24=126°  2' 


,  7",      ^'-2,  i-i  , 


/A  7=86° 
clinodome, 


-2-^,  -1-^',  4-^,  |-^?  (cleavage). 

0  A       adj. ,  =  90°  23' 


6>  Af^,  adj.,  =  117  2T 
2-^;  A  f  ^,  ov.  ^-^,=101  10 
i-i  A  -2-^=151  3 
i-i  A  7=136  50 
i-l  A  i-2  =  151  52 

ov.  7,  =  50  15 


i-2  A  ^'-2,  ov.  7,  =  50 

Observed  cleavao'e  anoles  of  petalite  :  0  A  -2-fclll°  30',  0  A  |-/_ 
llTi°-118°,  -2-?:  A  f  ^=100i°-101°.  Cleavage :  O  perfect ;  -2-^  easy. 
^-i  quite  difficult  or  imperfect.    Also  massive,  cleavable. 

H.  =  6  — 6-5.  G.  =  2-39— 2-5.  Lustre  of  0^  or  face  of  most  perfect 
cleavage,  pearly ;  elsewhere  vitreous.  Colorless,  white,  gray,  occasionally 
reddish  or  greenish-white.  Streak  uncolored.  Translucent.  Fracture 
imperfectly  conchcidal.  Double  refraction  strong ;  optic-axial  plane  per- 
pendicular to  the  plane  of  symmetry  and  parallel  very  nearly  to  0 ;  bisec- 
trix acute,  positive ;  angle,  in  oil,  for  the  red  rays  86°  27^-',  yellow  86°  12'. 
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Var. — 1.  Casioriie,  in  distinct  transparent  crystals,  affording  the  above  angles  and  figure,  accord- 
ing to  Descloizeanx.  Gr.=:2-38,  Breitb, ;  2-397  — 2*405,  Damour.  2.  Ordinary  petadte,  cleavahlQ 
massive;  and  G.  =  2-42,  Arfvedson;  2'45,  Dr.  Clarke;  2*426,  C.  G.  Gmelin ;  2-412,  2-420,  2-465, 
2-448,  2-553,  Damour,  the  last  two  from  difierent  parts  of  the  same  Uto  specimen,  and  indicatiDg, 
according  to  Damour,  that  the  mineral  is  mixed  with  more  or  less  quartz  and  feldspar.  The 
cleavage  g-i  has  been  observed  only  in  petalite. 

Comp.— 0.  ratio  for  R,  K,  Si=l  :  4  :  20,  Berz. ;  ^  Si'  +  3  Si;  or  else  with  one-lhird 

of  the  excess  of  siUca  (3  Si)  basic;  =Sihca  77*7,  alumina  17-8,  lithia  3-3,  soda  1-2=100. 

Analyses:  1,  Arfvedson  (Schw.  J.,  xxii.  93);  2,  Gmelin  (Gilb.  Ann.,  Ixii.  399);  3,  4,  R.  Hagen 
(Pogg.,  xlviii.  361);  5,  Rammelsberg  (Pogg.,  Ixxxv.  553);  6,  Waltersliausen  (Vulk.  Gest,  296); 
1,  8,  Smith  &  Brush  (Am.  J.  Sci.,  II.  xvi.  373) ;  9,  Plattner  (Ann.  Ch.  Pharm.,  Ixix.  443) : 


1.  Uto 

2.  " 

3.  " 

4.  " 

5.  " 

6.  " 
7. 


"  reddish 
Bolton,  Mass. 


Si 
79-212 
74-17 
77-812 
77-067 
77-79 

76-  74 

77-  95 


^1 
17-225 
17-41 

17-  194 

18-  000 
18-58 
18-66 
16-63 


Li 


5-761   =102-198  Arfvedson. 

5-16  Ca  0-32,  ign.  2-17=99-23  Gmelm. 

2-692    2-302  =  100  R.  Hagen. 

2-  660    2-273  =  100  R.  Hagen. 

3-  30      1-19  =  100  Rammelsberg. 

2-  69  ,  Fe  0-08,  Mn  1-0.  iJig  VO  H  0-97=99-95  W. 

3-  74     0-48,  Fe  0-62,  K,  Ca,  tr.,  Mg  0-21,  ign.  0-60  =  100-23 

Smith  &  Brush. 

8.  "  77-90     15-85     3-52     0-53,  Pe  0-51,  K,  Ca,  ir.,  Mg  0-26  ign  0-70  S.  &  B. 

9.  Elba,  CGs^onte  78-01     18-86     2-76  (with     K,  Na)= 100-24  Plattner.    G.  =  2-392. 

The  protoxyds  in  castorite  are  less  than  in  petalite  in  the  analysis  made.  But  its  cleavages, 
according  to  Rose,  are  like  those  of  petalite,  and  its  optical  characters,  according  to  Descloizeaux. 
Breithaupt  still  urges  that  they  are  distinct  (B.  H.  Ztg.,  xxv.  35),  and  mentions  their  difierence  in 
sp.  gr.  as  a  prominent  distinction. 

Pyr.,  etc. — Gently  heated  emits  a  blue  phosphorescent  light.  B.B.  on  charcoal  becomea 
glassy,  subtransparent,  and  white,  and  melts  only  on  the  edges ;  gives  the  reaction  of  lithia. 
With  borax  it  forms  a  clear,  colorless  glass.    ISTot  acted  on  by  acids. 

Obs. — Petahte  occurs  at  the  iron  mine  of  Ut5,  accompanying  lepidolite,  tourmahne,  spodumene, 
and  quartz ;  on  Elba  (castorite)  in  attached  crystals ;  at  Bolton,  Mass.,  with  scapolite ;  according 
to  Bigsby,  in  a  boulder  containing  tremolite,  at  York,  near  Toronto,  Canada. 

Lithia  was  first  discovered  in  this  mineral  by  Arfvedson.  The  name  petalite  is  from  neraXov,  a 
leaf,  and  alludes  to  the  cleavage. 

On  cryst.  of  castorite  and  petalite,  see  Descl.,  Ann  Ch.  Phys.,  lY.  iii.  264,  1864,  and  Pogg., 
cxxii.  648. 

Descloizeaux,  who  gives  the  above  figure,  points  out  the  isomorphism  with  spodumene,  and 
the  fact  that  the  0.  ratio  differs  by  a  multiple  of  2  for  the  silica,  it  being  1:4:  lu  for  spodumene 
and  1:4:  20  for  petahte. 


245.  KUPFFERITB.    Kupfferit  (fr.  the  Tunkinsk  Mts.)  R.  Hermann,  BuU.  Soc.  Nat.  Mos- 
cou,  XXXV.  243,  1862.    AnthophyUite  pt.    Antholith  pt.  Kenng. 


Monoclinic.  /a/=124°  15'-121° 
gregations  of  prisms,  like  actinolite. 


30'.    Cleavage  :  /  perfect. 


In  ag- 


H.=:5-o. 


G.  — 3"08,  fr.  Ilmen  Mts.    Lustre  vitreous.    Color  emerald- 


a-reen 


;  brownish  on  weathering. 


Translucent  in  thin  splinters. 


Comp. — Mg  Si,  with  but  little  Fe  replacing  the  Mg,  like  enstatite,  it  being  an  enstatite  horn- 
blende colored  by  chrome.    Analyses  :  1,  Hermann  (1.  c,  and  J.  pr.  Ch.,  Lxxxviii.  195) ;  2,  3,  Heintz 


(Pogg.,  Iviii.  168); 
(Rec.  Gen.  Sci.,  iii. 


4,  Lappe  (Pogg. 
336): 


XXXV.  486);  5,  Sackur  (Ramm.  Min.  Ch.,  472);  6,  Thomson 


1.  I\men  Mts. 

2.  Pinel,  asbest. 

3.  Tschussovaja 

4.  Koruk 

5.  Kupferberg,  anth.  55-59 

6.  Perth,  Can.,    "  57-60 


Si 

57-  46 
59-23 

58-  72 
58-48 


^1 

0-19 
0-19 

4-03 
3-20 


^r 
1-21 


Fe 
6-j5 
8-27 

8-  10 

9- 22 
8-40 
2-10 


Ki 
0-65 


Mg 
30-88 
3102 

30-  90 

31-  38 
30-46 
29-30 


Ca 
2-94 


004 
1-76 
3-55 


Alk.  Ign. 

tr.  0-81  =  100  Hermann. 

—  1-31  =  100  Heintz. 

—  1-58  =  99-49  Heintz. 

—  ,  Mn  0-88  =  luO  L. 

 =100-24  Sackur. 

—  3-55  =  99-30  Thomson. 


Analyses  2-6  are  referred  here  because  of  the  approximation  to  kupfferite  in  composition.  The 
Perth  mineral  (received  thus  labelled  by  Dr.  Thomson  from  Dr.  Holmes)  is  almost  purely  a 
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mao-nesian  silicate;  it  was  a  "congeries  of  imperfect  crystals,  and  looked  like  antliopliyllite ; ' 
G.  =  2-707. 

Pyr.,  etc. — In  the  closed  tube  traces  of  water;  otherwise  unchanged.  B.B.  in  the  forceps 
becomes  opaque  white,  but  does  not  fuse.    In  borax  dissolves,  giving  a  chrome-green  glass. 

Obs. — The  original  kupfferite,  from  a  graphite  mine  in  the  Tunkiusk  Mts.,  is  a  chromiferoua 
amphibole.  The  analyses  here  given  are  from  a  mineral  of  similar  kind  from  near  Miask.  ia  the 
Ilmen  Mts.  The  former  has  not  been  analyzed.  Kokscharof  has  also  found  it  near  the  Sanarka 
river,  Urals. 

Named  after  the  Russian  physicist  Kupfifer. 


246.  ANTHOPHYLLITE.  Anthophyllit  (fr.  Norway)  Schumacher,  Yerzeichn.,  96,  1801. 
Antophyllit  Karsi,  Tab.,  32,  1808.  Anthogrammit  Breith.,  Char.,  29,  1820.  Anthohth  Breith., 
Uib.,  38,  1830. 

Ortliorhombic.  lA  1=126°  to  125°  2d\  Observed  planes:  I,  i-l,  i-t. 
Cleavage :  i-l  perfect,  /less  so,  i-i  difficult.  Commonly  lamellar,  or  fibrous 
massive  ;  fibres  often  very  slender. 

I-I.  =  5"5.  G.  =  3*l  —  3'2.  Lustre  somewhat  pearly  upon  a  cleavage-sur- 
face. Color  brownish-gray,  yellowish-brown,  brownish-green,  sometimes 
submetallic.  Streak  uncolored  or  grayish.  Translucent  to  subtranslucent. 
Brittle.  Double  refraction  positive ;  optical  axes  in  the  brachy diagonal 
section. 

Comp. — Fe  Si+3  Mg  Si={i  Fe  +  f  Mg)  Si=:Silica  55*5,  magnesia  21'S,  protoxyd  of  iron  16-7 
=  100.  Aualvses:  1,  L.  G-melin(Leonh.  Orykt.,  515, 1826);  2,  Vopelius  (Pogg.,  xxiii.  355) ;  3,  Pisani 
(Descl.  Mm.,"'i.,  536): 

Si       ^1      Fe      Mn     Mg      Ca  H 

1.  Kongsberg       56        3        13       4       23        2   =101  Gmelm. 

2.  "  56-74    13-94    2-38    24-35    l-67  =  99-08  Yopelius. 

3.  "  56-16     2-65    14-13    0  91    23-19     1-51     2-38  =  100-93  Pisani. 


Gedrite  of  Dufrenoy  (Ann.  d.  M.,  III.  x.  582.  lS3ti)  has  a  different  composition  from  that  of 
anthophyllite;  but  it  is  stih  referred  here  by  Descloizeaux  on  the  ground  of  o])Ucal  identiiy  and 
similarity  of  cleavage. 

Analyses:  1,  Dufrenoy  (1.  c);  2,  3,  Pisani  (L'Institut,  1861,  190)  : 


=  100-11  Pisani. 
=  99-58  Pisani. 


Si 

^1 

Fe 

Mg 

Ca 

H 

1. 

38-81 

9-31 

45-83 

4-13 

0-67 

2-30: 

2. 

42-86 

16-52 

18-82 

15-51 

1-90 

4-50: 

3. 

43-58 

17-07 

15-96 

18-30 

0-75 

3-92 

Pisani's  analyses  afford  the  0.  ratio  for  R,  R,  Si,  H,  11  :  8  :  23|  : 

Pyr.,  etc. — B.B.  fuses  with  great  difficulty  to  a  black  magnetic  enamel ;  with  the  fluxes  gives 
reactions  for  iron  ;  unacted  upon  by  acids. 

Obs. — Occurs  in  mica  schist  with  hornblende  and  mica  in  thin  and  long  plates  and  fibres  near 
Kongsberg  in  Norway,  and  with  gray  cobalt  near  Modum. 

This  species,  originally  instituted  upon  the  Norwegian  mineral  analyzed  by  Gmelin  and  Yope- 
lius, and  regarded  as  distinct  by  many  later  authors,  ineludiag  Mohs,  but  united  to  hornblende  by 
others,  has  recently  been  proved  to  be  an  independent  species  by  Descloizeaux  (Min.,  i.  75j, 
whose  optical  examinations  have  shown  that  the  crystols  are  orihorliom'bic  mstead  of  mouoclinic. 
Only  the  mineral  of  the  Norwegian  localities  alcove  mentioned  is  at  present  here  included,  the 
so-called  anthophyllite  from  Fiskenaes  in  Greenland  (occurring  with  sapphirine),  from  Bavaria, 
Finland,  and  other  Norwegian  localities,  besides  the  ciunminrjtonite^  of  Cummington,  ]\la?s.,  being 
true  hornUtnde  in  optical  characters.  Descloizeaux  has  later  announced  (C.  R.,  Ixii.,  3-^7)  that 
some  anthophyllite  is  monochnic.  The  gedrite  is  from  the  valley  of  Heas,  near  Gedres,  France, 
and  contains  microscopic  black  spinels  (picoiUe). 

Named  from  aathophijlhun,  the  clove,  in  aUusion  to  the  clove-bro"\\Ti  color,  as  Schumacher 
states. 
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246A.  PiDDiNGTOMTE,  Haidingei  (Ber.  Ak.  Wien,  xli.,  251,  I860).  The  ash-gray  mass  of  the 
meteorite  of  Shalka,  in  Bancoorah,  consisting  in  jjart  of  grains  having  two  easy  cleavages  inchned 
to  one  another  100'',  with  H.  =  6*5  ;  Gr.=3'412,  Haid.,  3'66,  Piddington ;  and  fracture  resinous,  and 
containing  small  imbedded  grains  of  chromite.  Yon  Hauer  obtained  Si  57-66,  i^l  Fe  20-65, 
Mg  19-00,  Ca  l-53  =  98-84,  which  is  nearly  the  composition  of  anthophylhte.  The  meteorite  was 
first  described  by  H.  Piddington  in  the  J.  Asiat.  Soc.  Bengal,  xx.  299,  1852. 

247.  AMPHIBOLE.  Skorl  (  =  Schorl) pt.  Wall.,  lU?  (excluding  Amiantus,  Bergkork,  etc.  and 
Asbestus).  Skorl  pt,  Striilskorl  (=Stralilstem)  Cronst.,  Min.,  1758  (excl.  Asbestus=Amianthus) 
and  Bergkork,  id.  Hornblende  Wern.,  Bergm.  J.,  1789  (excl.  Strahlstein  and  Asbest).  Horn- 
blende Karsi.,  Tab.,  1*791  (excl.  Strahlstein,  Tremoht,  and  Asbest).  Id.  (excl.  also  Smaragdit  pt). 
Karsi.  Tab.,  1800,  1808;  id.  Ullmann,  1814,  a.nd  Jameson,  1817.  Amphibole  (incl.  Actinote)  if, 
Tr.j  1801  (excl.  Grrammatite=TremoHte  and  Asbeste).  Amphibole  (incl.  Actinote  and  Gramma* 
tite)  K,  Tabl.,  1809  (excl.  Asbeste).  Heterotyp  (inch  Asbestus,  Br onzite,  Hypersth.,  Anthoph. 
with  other  varieties)  Hausm.,  Handb.,  1813.  Hornblende  Jameson,  Syst.,  1820  (excl.  Actinolite, 
Tremolite,  Asbestus,  Carinthine). 

Monoclinic.  ^7=75°  2',  /A7.rzl24:°  80',  0  M-\=lf>f  1^',  a:!) :  c= 
0'552T  :  1  : 1'8825.  Observed  planes  :  0  ;  vertical,  /,  i-i,  i-3,  i-\  i-z  ;  cli- 
nodome,  24,  44 ;  hemidome,  1-^,  2-^,  ;  hemioctahedral  planes  in  zone 
0:1,1,  2,  -1 ;  id.  in  zoiie  1 :  i\  3-^,  5-5,  -3-^. 
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0  A  14=^155°  33'  0  A  24=150°  26^  ?'4  A  3-^=:130n5' 

0  A  14=149  0  A  ^'4=90  24  A  24,  ov.  6>,=120  52 

(9  A  24=124  56  6>  A  7=103  12  -1  A-l  =  154  26 

0  A  ^4=104  58  iA  A  ^'-3=99  57  1  A  1  =  148  28 

0  A  -1=152  36  i-l  A  ^'-3=147  39  2  A  2=131  36 

0  A  1  =  145  35  i-h  A  f  3  =  115  18  -34  A  -3-3  =  111  32 

0  A  2=121  29  ^'4  A -3-3  =  124  14  3-^  A  3-3  =  99  30 

Crystals  sometimes  stont,  often  long  and  bladed.  Cleavage  :  /  liigldy 
perfect ;  i-t,  sometimes  distinct.  Lateral  planes  often  longitudinally 
striated.  Twins  :  composition -face  i-i,  as  in  f.  226  (simple  form  f.  225),  and 
230.  Imperfect  crystallizations  :  fibrous  or  columnar,  coarse  or  fine,  fibres 
often  like  flax  ;  sometimes  lamellar  ;  also  granular  massive,  coarse  or  fine, 
and  usually  strongly  coherent,  but  sometimes  friable. 
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II.=:5  — 6.  G.  =  2'9  — 34.  Lustre  vitreous  to  pearly  on  cleavage-faces  ; 
fibrous  varieties  often  silky.  Color  between  black  and  white,  through  vari- 
ous sliades  of  green,  inclining  to  blackish-green.  Streak  uncolored,  or  paler 
than  color.  Sometimes  nearly  transparent ;  usually  subtranslucent — opaque. 
Fracture  subconchoidal,  uneven.  Bisectrix,  in  most  varieties,  inclined  about 
60^  to  a  normal  to  0,  and  15^  to  a  normal  to  i-i ;  and  double  refraction 
negative.    See  exceptions,  p.  235. 

Comp.,  Var. — RSi,  and  (R^  S)  (Si,  Al  *)  as  for  pyroxene.  Alumina  is  present  in  most  am- 
phibole,  and  when  so  it  usually  replaces  silica.  R  may  correspond  to  two  or  more  of  the  bases 
Mg,  Ca,  Fe,  Mn,  ^sa,  K,  H;  and  R  to  Al,  ¥e,  or  Mn.  Fe  sometimes  replaces  silica,  like  Al. 
Rammelsberg  made  out  the  general  conformity  of  amphibole  to  the  pyroxene  formula  by  discover- 
ing that  the  iron  in  both  species  was  often  partly  sesquioxyd  (Pogg.,  ciii.  281,  and  Min.  Ch..  408). 
Yet  the  analyses  do  not  aU  accord  with  this  view,  part  giving  the  ratio  1  :  2^,  unless  the  water 
is  made  basic.  Much  amphibole,  especially  the  aluminous,  contains  some  fluorine.  The  base 
lime  is  absent  from  some  varieties,  or  nearly  so. 

The  name  Amphibole,  proposed  by  Haliy,  has  the  precedence,  because  Hauy  first  rightly  appre- 
ciated the  species,  as  he  had  done  for  pyroxene,  and  gave  it,  and  not  any  of  its  varieties,  the  name. 
In  his  Traite,  in  1801,  he  brought  together  hornblende  and  actinolite;  and  by  18u9  he  had  added 
to  the  group  the  third  prominent  variety,  tremolite ;  while  in  all  other  works  not  taking  their 
views  from  him.  these  three  minerals  still  stood  as  distinct  species.  Asbestus  was  annexed  to  the 
series  by  Hausmann  in  1813,  though  kept  separate  long  afterward  by  many  other  authors. 

The  varieties  of  amphibole  are  as  numerous  as  those  of  pyroxene,  and  for  the  same  reasons  ;  and 
they  lead  in  general  to  similar  subdivisions. 

I.  COXTAIXIXG  LITTLE  OR  XO  AlUMTXA. 

1.  Magnesia-Lime  Amphibole ;  Tremolite.  (Tremolit  P(«^,  de  5'aM55Mre,  Voy.  Alpes.  iv.  §  1023, 
1796.  Grammatite  H.,  Tr.,  iii.  1801.  Kalamit  [fr.  Xormark,  Sw.)  Wern.,  Tasch.  Min.,  x.  1d9, 
1S16.  Calamite.  Raphilite  T/iO//?.,  Min.,  i.  153,  1836.  Sebesit  [fr.  Sebes,  Transylvania]  in  Breith. 
Handb.;  539,  184:7.    XordenskiMit,  Kenng.,  Ber.  Ak.  Wieu,  xii.  297,  1>54.) 

Colors  white  to  dark-gTay.  In  cUstiuct  crystals,  either  long  bladed  or  short  and  stout :  long  and 
thin  columnar,  or  fibrous ;  also  compact  granular  massive.  //\/=12-4'  30.  H.  =  5-0  — ti"5.  G-. 
2-9— 3-1 .  Sometimes  transparent  and  colorless.  Contains  magnesia  and  lime  witli  little  or  no  iron ; 
formula  (Ca  Mg)  Si.    Xamed  Tremolite  by  Piui,  from  the  locahty  at  Tremolaiu  Switzerland. 

Grammatite  (from  yoaiqir},  a  line)  alludes  to  a  line  in  the  direction  of  the  longer  diagonal  seen  by 
Haiiy  on  transverse  sections  of  some  crystals.  It  was  substituted  for  tremohte  by  Haiiy,  without 
reason,  and  is  a  very  bad  substitute. 

Xordenskdjldcte,  from  Ruscula.  near  Lake  Onega,  is  tremolite  (Kenngott  and  v.  Hauer,  1.  c). 

Eapthilite,  from  Lanark  in  Canada,  is  tremolite  in  its  grayish-white  or  but  slightly  greenish  color, 
and  its  low  specific  gravity  (G-.  =  2-s5,  Thomson;  2*845,  tlunt).  Btit  both  Hunt's  and  Thomson's 
analyses  give  over  5*30  p.  c.  of  protoxyd  of  iron.  In  a  letter  to  the  author  (dated  Sept.  21,  lbrt4) 
Hunt  states  that  he  obtained  in  one  of  his  trials,  from  material  which  he  had  purified  Irom  mixed 
CaC,  only  3'15  of  protoxyd  of  iron,  with  Ca  12-05  and  Si  57'20  ;  and  he  adds  that  he  regards  this 
as  nearer  the  true  composition  of  the  mineral. 

1  a.  Xephrite  pt.  (Pietra  di  hijada  [fr.  Mexico  or  Peru]  Span.  Lapis  nephriticus  ^4.  Cluiius, 
Dissert.,  1627;  C.  Bartholinus.  Opusc,  1628;  de  Boot,  Gemm..  1609.  Lapis  Indicus  J./tZ?'omnd'.<5, 
]Met.,  p.  706.  Talcum  nephriticum  Lrnn.,  1768.  Jade,  Pierre  nephretique,  dWrgenviUe,  Oryct., 
18  ■',  1755;  Sage,  de  Lisle,  etc.  Xephrit  Wern.,  Ueb.  Cronst.,  185,  1780.  Kidney  Stone.  Xiereu- 
stein.  Beilstein,  Germ.) 

Xephrite  is  in  part  a  tough,  compact,  fine-grained  tremolite,  having  a  tinge  of  green  or  blue,  and 
breaking  with  a  splintery  fracture  and  glistening  lustre.  H.  =  6  — 6-5.  G.  =  2'96  — 3  1.  Named 
from  a  supposed  etficacy  in  diseases  of  the  kidney,  from  vt(pp6i^  kidney.  It  occurs  usual'y  associ- 
ated with  talcose  or  maguesian  rocks. 

Xephrite  or  jade  was  brought  in  the  form  of  carved  ornaments  from  Mexico  or  Peru  soon  after 
the  discovery  oi'  America.  Lei  Rio,  in  his  Mexican  MiuL-ralogy  (1795j,  mentions  no  Mexican  lo- 
cality. A  similar  stone  comes  from  China  and  Xew  Zealand.  A  nephrite-like  mineral,  called 
boioenite,  from  Smithfield,  R.  I.,  having  the  hardness  5-5,  is  serpentine  in  composition.  The  jade 
of  de  Saussure  is  the  saussuriie  [^s(ic  under  Zoisite)  of  the  younger  de  Saussure.  earlier  named  lemaa- 
ite  by  Delametherie.  Another  aluminous  jade  has  been  called  jadeite  (q.  v.)  by  Damour.  The 
Easton  mineral  is  a  mixture,  and  has  been  n-^mQdi  pseudonephr ite  (q.  v.). 

2.  Afagne-iia-Lime-Tran  Amphibole ;  Actixolite  (Stralskurl  pt.  Cronst.,].  c.  Strahlstein  Germ. 
Actyuolite  Kino.,  Min.,  i.  167,  1794.    Actinohte  (correct  orthogr.).    Schorl  vert  du  Zillerthalj 
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ZUlertlnte,  DtlametJi.,  T.  T.,  ii.  351,  n97.  Actinote  R,  Tr.,  iii  180]  V  Color  bright-gretn  and 
grayisli-green.  In  crystals,  either  short  or  long-bladed,  as  in  tremolite;  columnar  or  fibrous; 
granular  massive.  G.=3— 3  2.  Sometimes  transparent.  Contains  magnesia  and  lime,  with  some 
protoxyd  of  iron,  but  seldom  more  than  6  p.  c. ;  formula  (Ca,  Mg,  Fe)  Si.  The  variety  in  long 
briglit-grcen  crystals  is  called  glassy  actinolite;  the  crystals  break  easily  across  the  prism.  The 
fibrous  and  radiated  kinds  are  often  called  asbesii/orm  actinolite  and  radiated  actinolite.  Actinolite: 
owes  its  green  color  to  the  iron  present. 

Named  actinolite  from  '.«A-ra,  a  ray,  and  Xifl"?,  sione^  as  translation  of  the  German  sirahlsiein  or 
radiated  stone.    Name  clianged  to  actmote  by  Haiiy,  without  reason. 

Treiuotile  graduates  into  actinolite  through  an  increase  in  the  proportion  of  iron,  though  generally 
easily  distinguishable  by  its  color.  Ashesius  has  usually  a  grayish-white  or  greenish- white  color, 
although  actinohte  in  the  proportion  of  iron  ;  and  the  raphilite  (see  preceding  page)  appears  ti 
shade  into  actinolite  in  composition.  Tremohte  does  not  diflfer  in  color  from  the  aluminous  variet\ , 
edeuiie,  from  Edenville,  N.  Y.  (p.  235). 

3.  Magnesia- Iron  Amphibole;  Antholite  (AnthophyUite  pt.  (p.  231).  Antholith  pt.  Kenng.,\J(A). 
185U,  68,  1860).  Structure  as  in  anthophyUite.  Color  gray  to  brown;  G.=:3-l  — o-2.  Contains 
much  magnesia,  vrith  some  iron,  and  little  or  no  lime.  Formula  (Mg,  Fe)  Si.  Graduates  into 
kuj'fcrite,  p.  230. 

4.  Magnesia-Lime-Manganese  AmpMbole ;  Rtchtertte.  A  variety  from  Paisberg  is  here  included 
(anal.  84),  described  by  Igelstrom,  and  affording  the  formula  (Mg,  Mn,  Ca,  K,  iS'a)  Si,  and  con- 
taining 8  to  9  p.  c.  of  alkali,  which  may  possibly  be  a  result  of  alteration.  /A  /=124" ;  color 
pale-yeUowish  to  brown.  Igelstrom  considers  the  richterite  of  Breithaupt  (B.  11.  Ztg.,  xxiv.  oti4, 
1865)  the  same  mineral,  as  it  has  the  same  general  aspect  and  similar  composition,  excepting  half 
less  manganese ;  Breithaupt  describes  it  as  occurring  in  acicular  crystals,  affording  the  prismatic 
angle  133'  38'  (which  is  within  5'  of /A  of  pyroxene ) ;  with  G.  =  2'826;  color  isabella-yellow, 
rarely  pale  yellowish-brown;  B.B.  very  fusible.  It  resembles  the  kokscharoffite  from  L.  Baikal, 
though  unlike  it  in  composition  (p.  242). 

5.  Iron-Magnesia  AmpMbole;  CuMMixaTOXiTE  {Deicey,  Am.  J.  Sci.,  viii.  59,  1824.  Anthophyl- 
lite  pt.  Not  Cummiugtonite  [=Rhodouite]  Ramm.).  Color  gray  to  brown.  Usually  fibrous  or 
fibro-lamellar,  often  radiated.  G.  =  3-l— 3"32.  Contains  much  iron,  with  some  magnesia,  and 
little  or  no  lime.    Formula  (Fe,  Mg)  Si.    Named  from  the  locality,  Cummington,  Mass. 

6.  Iron-Manganese  AmpMbole;  Dakn'EMORITE  (Jern-och-manganoxidulrik  Hornblende  A.  Erdr 
mann,  Dannemora  Jernm,,  52,  1851.  Dannemorit  ^e/i/?gr.,  Ueb.  1855,  61,  1856).  Color  yellowish- 
bro^vn  to  greenish-gray.  Columnar  or  fibrous,  like  tremolite  and  asbestus.  Contains  iron  and 
manganese;  formula  (Fe,  Mu)  Si.  In  thin  pieces  B.B.  fuses  to  a  dark  slag.  Asbef<:rnie  of 
Igelstrrmi  (B.  H.  Ztg.,  xxvi.  23,  1867)  is  similar;  it  is  grayish-white  to  ash-gray,  and  hke  a  gray 
asbestus;  in  acids  not  soluble  (anal  39).  The  proportion  of  Mn  is  not  stated,  and  it  may  be 
cummingtonite. 

7.  Iron  AmpMbole;  Gkuxerite  (Pyroxene  ferrugineux  (fr.  Collobrieres)  Grliner,  C.  R ,  xxiv. 
794;  Griinerit  Kenng.,  Miu.,  69,  18.^3).  Asbestiform,  or  lamellar-fibrous.  Lustre  silky;  color 
brown;  G.  =  3-713.  Formula  Fe  Si.  Optical  properties  those  of  amphibole,  accordmg  to 
Descloizeaux  (Min.,  i.  59). 

Ajypendix.  8.  Asbestus  ('A-uat/ro?  XiOog  Dioscor.,  v.  155.  [Not  daSiar  <;  [=  Quicklime]  Dioscor., 
V.  Iy3.]  Asbestos,  Linum  vivum,  Amiantus,  Fiin.,  xix,  4,  xxxvi.  31.  Lapis  Carystius  (fr.  Carys- 
tum)  Fausanias.  Laua  montana.  Amiantus,  Asbestus,  Agnc,  Foss.,  •^5o,  15 1  6;  Wa'L,  Min., 
140,  14.",  1747  (Caro  montana  or  Biirgkott= Mountain  leather,  and  Subcr  montanum  or  Biirg- 
koark=: Mountain  cork,  being  included.)  Asbestus,  Amianthus,  Carystine  (=Mtn.  leather  and 
cork),  ma,  Foss.,  166,  1771.  Kymatin  Breith.,  Uib.  1830,  Char.,  113,  1832.  Byssohte  (fr.  1  ourg 
d'Oisans)  Saimure,  Voy.  Alpes,  §  1696;  Asbestoide  (ib;)  Vauq.  &  Macquart,  Bull.  Soc.  Philom., 
No.  54,  1797;  Amianthoide  (\h.)  DelametM,  T.  T.,  ii.  364,  1797).  Tremoiite,  actinolite,  and  other 
varieties  of  amphibole,  excepting  those  containing  much  alumina,  pass  into  fibrous  varieties,  the 
fibres  of  which  are  sometimes  very  long,  fine,  flexible,  and  easily  separable  by  the  fingers,  and  look 
like  flax.  I'hese  kinds,  like  the  corresponding  of  pyroxene,  are  called  asbestus  (fr.  the  Greek  for 
iucoiitbustble.)  Pliny  supposed  it  a  vegetable  product,  although  good  for  making  incombust,b{e 
cloth,  as  he  states.  The  amianthus  of  the  Greeks  and  Latins  was  the  same  thing ;  the  word 
meaning  undtfiled,  and  alluding  to  the  ease  of  cleaning  the  cloth  by  throwing  it  into  the  fire. 
The  colors  vary  from  white  to  green  and  wood-brown.  The  name  amianthus  is  now  applied 
usually  to  the  finer  and  more  silky  kinds.  Much  that  is  so  called  is  cM-ysotde,  or  fibrous  serpen- 
tine, it  containing  12  to  14  p.  o.  of  water.  Mountain  leather  is  a  kind  in  thin  flexible  sheets,  made 
of  interlaced  fibres;  and  mountain  cork  (bergkork)  the  same  in  thicker  pieces  ;  both  are  so  light 
as  to  float  on  water,  and  they  are  often  hydrous.  Mountain  ivood  (Bergholz,  Holzasbest,  Germ.) 
Is  compact  fibrous,  and  gray  to  brown  in  color,  looking  a  httle  hke  dry  \\  ood. 

Byssoliie  (Amianthoid,  asbestoid)  fr.  Bourg  d'Oisans  in  Dauphiny,  is  of  an  ohve-green  color, 
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coarse  and  stiff  fibrous,  and  has  G.=r3-0;  it  is  a  fibrous  variety  of  the  iro7i-manganese  ampriihol^ 
according  to  Yauquelin  &  Macquart  (1.  c).    It  occurs  associated  with  a  black  oxyd  of  manganese 

II.  ALUMixors. 

9.  Aluminous  Maanesia-Lime  Arnphihole.  [a)  Edexite.  (Edeuit  Breith.,  Handb..  55S,  l^Al). 
Color  white  to  gray  and  pale-green,  and  also  colorless  ;  G. =3  0  — 8*059,  Ramm. ;  2"9,  Breith.  Re- 
sembles anthophyllite  and  tremohte.  Formula  (Mg,  Ca)(Si,  Xl^).  Xamed  from  the  locality  at 
Edenville,  X.  Y.  To  this  variety  belong  various  pale-colored  amphiboles,  having  less  than  five 
p.  c.  of  oxyds  of  iron.  Breithaupt  makes  the  edenite  triclinic  in  B.  H.  Ztg.,  xxiv.  428,  and  he  says 
that  this  is  confirmed  by  Dauber.  On  au  examination  of  crystals,  the  author  sees  no  reason  for 
adopting  this  conclusion. 

ih)  Smaragdite  Saussure  (Toy.  Alpes,  iv.  §  1313,  1362.  1796.  DiaUage  verte  pt.  K,  ISO]  :  Green 
DiaUage  pt.  Diallagon  Uflmann,  Tab.,  90,  18 14).  A  thin-fohated  variety,  of  a  light  grass-green 
color,  resembling  much  common  green  diallage.  According  to  Boulang-er  it  is  an  aluminous  mag- 
nesia-lime amphibole.  containing  less  than  84  p.  c.  of  protoxyd  of  iron,  and  is  hence  related  to 
edenite  and  the  light  green  Pargas  mineral.  Descloizeaux  observes  (Miu.,  i.  9U)  that  it  has  the 
cleavage,  and  apparently  the  optical  characters,  of  amphibole.  H.  =  5  ;  G.  =  o,  Yauq. ;  ?>']0.  Bou- 
langer.  It  forms,  along  with  whitish  or  greenish  saussurrite,  a  rock.  The  original  mineral  ia 
from  Corsica,  and  the  rock  is  the  corsilyte  of  Pinkerton,  and  the  verde  di  Corsica  duro  of  the  arts. 

A  similar  smaragdite  from  Bacher  consists,  according  to  Haidinger,  of  alternate  laminae  of  am- 
phibole and  pyroxene  in  twin  composition. 

The  eupliot'de  of  the  Alps  resembles  corsi'yte  in  containing  a  smaragdite-like  mineral  {green  di- 
a'^age).  But  Hunt  states  that  the  mineral  has  the  cleavage  of  pyroxene,  which  our  own  examina- 
tions have  not  succeeded  in  confirming. 

10.  Alu-rainous  Magnesia-Lime-Iron  Amphiiole.  (a)  Pargasite;  (b)  IIornblesde.  (Corneus 
fissilis  pt.,  Corneus  solidus  pt.,  C.  crystallisatus  pt ,  Hornbiirg.  Skiorl  pt.,  lla-'/.,  Min.,  ioS,  lo9, 
1T47.  Sk.  irl  pt.,  Basaltes  pt.,  Bolus  particuKs  squamosis  pt.,  Cronst,  7",  Si'.  i7  ".8.  Schorl  opaciue 
rhomboidal  pt ,  Schorl  argileux  pt,  de  Lis'e,  Crist.,  ii.  389  (pi.  iv ,  f.  97,  99  '.  1^4.  1  7'^.';.  Basaiti:"«che 
Hornblende  Wvrn.,  Bergm.  J.,  1789  (inch  also  augite).  Basaltische  H.  (augiro  exel. )  Wcrn.,  1792, 
and  later;  Karst,  Tab.,  1800.  Pargasit  Sfeinhed,  1S14,  Tasch.,  liin.  1615,  301.  Amphlboht 
BreifJi.,  Char.,  1828,'^ib.,  34,  183«t.  Diastatit  (fr.  AYermland)  ^/-eiYA.,  Char,  134,  1832.  Sj-utag- 
marit  (fr.  Yesuvius),  'W^allerian,  Breilh..  B.  H.  Ztg.,  xxiv.  428,  1865. 

Colors  bright,  dark,  green,  and  bluish-green  to  grayish-black  and  black.  / '.  1=  1 24'  1 '—  V24^  25' ; 
G.  =  3  05— 3-47.  Pargasite  is  usually  made  to  include  green  and  bhiish-greeu  kinds,  occurring  in 
stout  lustrous  crystals,  or  granular;  and  liornhlende  the  greenish-black  and  black  kinds,  whether 
in  stout  crystals  or  long  bladecL  columnar,  fibrous,  or  massive  granular.  But  no  line  can  be  drawn 
between  them.    Pargasite  occurs  at  Pargas,  Finland,  in  bluish-green  and  grayish -!:<lat!k  crystals. 

Optical  characters  in  general  the  same  as  for  ti'emoliie  and  actinolite  Q3.  233).  But  in  one  black 
crystal  of  hornblende  (fr.  Bilin  ?)  Descloizeaux  found  one  bisectrix  to  be  parallel  to  the  jplane 
and  the  other  normal  to  it.  Again,  in  the  bluish  or  black  pargasite,  from  Pargas,  the  bisectrix  is 
inclined  32"'  58  to  a  normal  to  0,  and  108""  to  a  normal  to  i-i ;  and  double  refraction  is  posittve. 
Descloiseaux  observes  that  these  distinctions  are  not  sufficient  to  warrant  the  separation  of  these 
minerals. 

(a)  Diastaf'ie  is  a  black  hornblende  from  Xordmark  in  T^'ermland,  stated  by  Breithaupt  to  have 
/•  7=120"  20',  and  G.=3-08— 3-11.  (6)  Sijntag  mat  He  is  the  Yesuvius  black  hornblende,  analyzed 
by  Rammelsberg  (Xo.  29),  m  which  he  found  I  .  /=124'  8',  G.  =  3-2  ■  2. 

(c)  According  to  Breithaupt,  /a /in  two  hornblendes  from  Greenland  is  123"  5y'  and  124'  0', 
with  G.='3-4d2  and  d'o^o;  two  from  Arendal  in  Xorway,  124"  and  i24'  1^',  with  G.  =  s-3Ul  and 
S'-rld  •  one  from  Persberg  in  Sweden,  124',  with  G.  =  3-818;  two  from  Schmalzgrube,  near 
Marienberg  in  Saxony,  124'  5'  and  124'  11  ,  with  G.  =  3-o33  and  3*290;  one  from  Rhonsberg  in 
Bohemia.  124°  6  ,  with  G.  =  3"352.       The  preceding  are  of  Breithaupt's  Anrpliiholus  ferrosus. 

For  a  basaltic  hornblende,  from  Wetterau  or  Bilin  {A.  hasaiticus  Br.)  analyzed  by  Bonsdorff  and 
Struve  (Anal.  17.  21),  Breithaupt  gives  /a/=i24*  39'  38' ,  andG.=3  17-3-25  ;  for  one  from  the 
zircon-syenite  of  Laurvig  and  Fredriksviirn  in  Xorway  {A.  saxnsus  Br.j  /A/=r.i4'  7',  and 
G.  =  2  26  —  2-29;  for  one  of  greenish-black  color  from  Ersby  near  Pargas  in  Finland,  analyzed  by 
Hismger  and  Bonsdorff.  anal.  10,  11  (A.  medius  Br.),  /\/=1240  15',  and  G.  =  3-14— 3-17 ;  for 
one  of  green  to  greenish-black  color,  from  Saualpe  in  Carinthia.  aualvzed  by  Clausbruch,  anal  20 
(J..  Cariuthinus  Br.,  and  Carirdlune  ^\ .),  I  7=1 24-'  22',  and  G.  =  3-''08  — 310 ;  for  one  from  Par- 
g=,s,  occurring  in  limestone  with  choudrodite,  etc.,  analyzed  by  Bonsdorfi"  and  Gmelin  {A.pjargas- 
itfiS  Br.,  or  Pargasite),  /a  7=124'  10',  and  G.  =  3-06— 3-u8  ;  for  one  of  greenish-black  to  biacki.sh- 
green  color,  from  TvonQ-^bersr  in  Xorway  analvzed  by  Kudernatsch  {A.  macrodiagonalis  Br.;, 
7  .7=124'  26'  ana  G.  =  3-06-3  08 
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Diastaiik  of  Breithaupt  {A.  d/astaiicus),  in  its  angle  7a  7=1 20°  20',  if  this  be  not  an  accidental 
irregularity,  diverges  widely  from  true  hornblende.  Breithaupt  has  called  a  velvet-black  horn- 
blende from  Nordmark  in  Viermland  Hemqjri.smaUscher  A  mphibol  (ChsLT.,  135,  1882;  Handb.,  iii. 
546);  it  is  stated  to  have  7a  7=124°  26',  and  to  be  tridinw,  the  angle  between  the  macrodiago- 
nal  and  the  left  face  of  a  clinodome  benig  27°  40',  and  that  for  the  right  face  27°  54',  and  the 
cleavages  parallel  to  the  prismatic  jDlaues  I,  7',  unequal.  G.  =  3"l 6  — 3'18.  The  analyses  by 
Bousdorflf  and  Hisinger,  Nos.  11,  28,  he  refers  here.  He  has  recently  named  it  Remipnsmatnes 
Wallenanus  or  Waflerian.  Breithaupt  also  observes  that  his  A.  medins  (see  above)  has  unequal 
cleavages,  and  is  probably  related  to  the  wallerianite.  The  grayish  to  colorless  hornblende 
from  EdenvLUe,  called  by  him  Edenite  (see  p.  235),  he  also  refers  to  his  genus  Hemiprismaiites. 

11.  Aluminous  Jron-Lime  Amphihole ;  Noralite  7)araa.    Color  black. 

12.  Aluminous  Iron-Manganese  Amphibole;  Gamsigradite  Breiih.  (B.  H.  Ztg.,  xx.  51,  1861). 
Color  velvet-black.  G.  =  312.  Named  from  the  locahty,  G-amsigrad  in  Servia,  where  it  forms 
with  white  feldspar  a  rock  called  Umazyie. 

Mangan-amphibol  of  Hermann  (Cumraingtonite  Bammelsherg,  and  Hermannite  Kenngott)  is  noth- 
ing but  rhodonite  of  Cummington,  Mass.,  erroneously  analyzed. 


I.  Containing  little  or  no  Alumina. 

1.  Tremx)lHe :  Magnesia-Lime  Amphihole.  Analyses  :  1,  2,  Bonsdorff  (Schw.  J.,  xxxi.  414,  xxxv. 
123);  3,  Michaelson  (CEfv.  Ak.  Stockh.,  1863,  196);  4,  Damour  (Ann.  Ch.  Phys.,  III.  xvi.) ;  o, 
Richter  (Pogg.,  Ixxxiv.  353);  6,  Rammelsberg  (Pogg.,  ciii.  295);  7,  Lechartier  (Bull.  Soc.  Ch.,  II. 
iii.  381) ;  8,  9,  Rammelsberg  (1.  c.) ;  10,  Beudaut  (Ann.  d.  M.,  II.  v.  3u7) ;  11,  Rammelsberg  (1.  c.) ; 
12,  id.  (J.  pr.  Ch.,  Ixxxvi.  347). 

2.  ActinoUte:  Magnesia-Lime- Iron  Amphibole.  13,  Bonsdorff  (1.  c.) ;  14,  Seybert  (Am.  J.  Sci.,  vi. 
833);  15,  Hunt  (Am.  J.  Sci.,  11.  xii,  213,  Phil.  Mag.,  lY.  i.  322);  16,  Furuhjelm  (Arppe,  Under- 
sokn,  p.  69,  Ramm.  Min.  Ch.,  471);  17,  18.  Rammelsberg  (1.  c.) ;  19,  Richter  (1.  c);  20,  Pipping 
(Berz.  Jahresb.,  xxvii.  252);  21,  v.  Merz  (Viert.  Ges.  Zurich,  1861,  Kenng.,  1860);  22,  Schwalbe 
(ib,  vii.  20,  Kenng.,  1861,  68;  23,  Michaelson  (CEfv.  Ak.  Stockh.,  1863,  199);  24,  Murray  (Ramm. 
2d  SuppL,  60);  25,  Bonsdorff  (1.  c);  26,  Rammelsberg  (1st  Suppl,  73);  21,  Meitzendorf  (Pogg., 
lil  626);  28,  Scheerer  (Pogg.,  Ixxxiv.  331);  29,  Richter  (ib.) ;  30,  Scheerer  (1.  c). 

3.  Aniholite:  Magnesia-Iron  Amphibole.  31,  Thomson  (Rec.  Gen.  Sci.,  xvii) ;  32,  Beck  (This 
Min.,  1.^60,  692);  33,  Lappe  (Pogg.,  xxxv.  486). 

4.  Magnesia- Lime- Manganese  Amphibole.  34,  Igelstrom  (CEfv.  Ak.  Stockh.  1867,  12,  B.  H.  Ztg., 
1867,  21);  35,  Michaelson  (1.  c.) 

5.  Cummingionite :  Iron-Magnesia  Amphibole.    36,  37,  Smith  &  Brush  (Am.  J.  Sci.,  II.  xvi.  48). 

6.  Danmmorite:  Iron-Manganese  Amphibole.  38,  Erdmaun  (DannemoraJern-Upsala,  Stockholm, 
1851,  51);  39,  Igelstrom  (B.  H.  Ztg.,  xxvi.  23). 

7.  GrUnerite:  Iron  Amphibole.    40,  Griiner  (C.  R  ,  xxiv.  794). 

8.  Nephrite.  41,  Rammelsberg  (Pogg.,  Ixii.  148);  42,  43,  Schafhautl  (Ann.  Ch.  Pharm.,  xlvi. 
338);  44,  45,  Damour  (Ann.  Ch.  Phys.,  III.  xvi.);  46,  47,  Scheerer  (Pogg.,  Ixxxiv.  379);  48,  49, 
L.  R.  V.  Fellenberg  (Nat.  Ges.  Bern,  1865,  112) : 


1.  Tremolite:  Magnesia-Lime  Amphibole. 


1.  Wermland,  v). 

2.  Fahlun,  w. 

3.  "     pale  green 

4.  St.  Gothard,  w. 

5.  "  w. 

6.  "  w. 

7.  "  w. 

8.  Sweden,  ywh. 

9.  Itlaneetgok,  Gd.,  ywh. 

10.  Cziklowa 

11.  Gouverneur,  K  Y.,  w. 

12.  Gulsjo 


Si 

59-  75 

60-  10 

57-  32 

58-  07 
60-60 

58-  55 

59-  02 

58-  87 
54-71 

59-  5 
57-40 
57-62 


1-4 

0-38 


2-41  


1-36 
0-84 


Mg      Oa  fl 

25-00  14-71  0-10,  F  0-90=100  36B. 

24-31  12-73  0  15,  F  0-78  =  99  96  B. 

24-70  13-61  0-20,  F  0-35  =  99-30  Mich. 

24-  46  12-99   =97-34  Damour. 

25-  43  11-85  1-20  (&F)=99-;tO  Richter. 

26-  63  13-90  0-34  (&F)  =  99-42  Ramm. 
24-07  12-53  1-62  =  100-40  Lechartier. 
28-19  11-00  0-18  (&F)=l(»(f01  Ramm 

23-  92  15-06  3-33  (&F)=99-43  Ramm. 
26  8  12-3   =100  Beudant. 

24-  69  13-89  0*40  (&  F)=99-12  Ramm. 
26  12  14-90   =99-48  Ramm 


BISILICATES. 


237 


2.  ACTIN'OLITE;  Magnesla-Lime-Iron  AmpMhole. 


Si  Al  Fe  Mn 

13.  Taberg,  glmsy  59-75    3-95  0-31 

14.  Concord,  Pa.  5G-33  l-(37    4  30   

15.  Eaphilite  55-30  0-40  6-30  tr. 

1 6.  Degero,  Finl.  58-25  1-33  6-65   

IT.  Zillerthal,  cryst.  55*50    6-25   

18.  Arendal,  gy.-gn.  56-77  0-97  5-88   

19.  Reichenstein  58-89  0-67  3'T9   

20.  Helsingfors,  gy.-gn.  57-20  0-20  11-75 

21.  Riffelberg  57*25  0-22  6-67 

22.  Fleschhorn  58-18  3-17  11-27 

23.  Orrijarfvi,  dk.-gn.  55-01  1-69  3-46 

24.  Taberg,     Asbestus  59-50    8-60 

25.  Tareutaise       "  58-20  0-14  3-08 

26.  Kymatin  57-98  0-58  6*32 

27.  Znierthal         "  55-87    4-31 

28.  Tyrol              "  57-50    3-88 

29.  Reichenstein  "  55*85  0-56  5-22 
3u.  Zillertlial,  Rock  Cork  57-20    4-37 


1-15 
0-63 

0-51 

0-  21 

1-  12 


Mg 

21-  10 
24-00 

22-  50 

20-  55 

22-  oG 

21-  48 

23-  37 
9-49 

21-  81 
16-57 
23-85 

19-  30 

22-  10 

22-  33 

20-  33 

23-  09 
23-99 
22-85 


3.  Axtholite;  Magnesia-Iron  Amphibole;  Asbestiform. 


Tyrol, 
Staten  Id. 
Koruk 


Asbestus 


54-  92    1-64  12-60 

55-  20    11-82 

58-48  9-22 


 26-08 

  30-73 

0-88  31-38 


4.  RiCHTERiTE ;  Magnesia- Lime- Manganese  Amphibole. 


34.  Paisberg 

35.  Longban,  FinL 


52-23    1-35  11-37  21-03 

54-15    0-52    1-77    5-09  20-18 


5.  CuiiMiNGTONiTE ;  Iron-Magnesia  Amphibole. 

36.  Cummington                  51-09    0-95  32-07  1-50  10*29 

37.  "                         50-74    0*89  38*14  1-77  10-31 

6.  DAXXEiiORlTE  ;  Iron-Manganese  Amphibole. 

38.  Danuemora                    48*89    1*46  38*21  8*46  2*92 

39.  Brunsjo,  Asbeferrite          46-25             40-40  10-88 

7.  G-RUXERiTE ;  Iron  Amphibole. 


Ca 

14-  25 
10-67 
13-36 

12-  40 

13-  46 
13*56 

9-57 
21-20 

12-  40 
11*59 

13-  60 

12-65 

15-  55 

12-  95 
17*76 

13-  42 
11*66 
13*39 


1-03: 

0*30, 


F  1-16  =  100-52  B. 

=  98  Seybert. 
Xa  0*80,  K  0*25  = 
99*21  Hunt. 
=99-18  Furuhjelm. 
=  99-06  Raram. 
=  100-86  Ramm. 
=  99-89  Richter. 
=  100-95  Pipping. 
F  0-83  =  99-81  Merz. 
F  0-29  =  101-07  Sch. 
Fe  0-56,  Xa  0-48,  K 
=  100-56  Michaelson. 
=  100-05  Murray. 
F  0-6  =  99-45  B. 
=  100-21  Ranun. 

 =99-39  Meitzendorf. 

2-36  =  100-25  Scheerer. 
2-15,  Cu  0-40  Ricliter. 
2-43  =  10u-24  Scheerer. 


1-29: 

2*20 
S*60 


1*02, 
0-38 

0-14, 


  5-28  =  100-52  Thomson. 

  2-25  =  100  Beck. 

0-04   =100  Lappe. 


5*20   ,  Xa,  K  8-82  =  100  I. 

6-06    0-12,  ffe  2*80  Xa  2*77,  K 
6-37  =  99-83  Michaelson. 


tr.     3*04,   Xa   0*75,  K  ir.= 
99*69  S.  &  B. 
ir.     3-04,   Xa  0  54,  K  tr.= 
100*43  S.  &  B. 


0-73   =100*67  Erdmann. 

2*47  =  100  Igelstrom 


40.  Coilobrieres 


43-9      1-9  52*2 


1*1 


0-5 


■=99*6  Griiner. 


8.  Xepheite. 


41. 

China 

54-68 

2*15 

1*39 

26-01 

16*06 

0*68  =  100*97  Ramm. 

42. 

(1 

58*91 

1*32 

2-43 

0*82 

2242 

12*28 

0-25,  K  0-80  =  99-23  S. 

43. 

(( 

58*88 

1-56 

2-53 

0*80 

22-39 

12-15 

0*27,  K  0  80=99*74  S. 

44. 

(( 

58*46 

1*15 

27-09 

12-06 

 =98-76  Damour. 

45. 

(( 

58*02 

1*12 

27*19 

11-82 

 =98-15  Damour. 

46. 

57-28 

0-68 

1-37 

25-91 

12-39 

2-55  =  100*18  Scheerer. 

47. 

K  Zealand 

57-10 

0-72 

3-39 

23-29 

13  48 

2-50  =  100-48  Scheerer. 

48.  Swiss  Lake-hab. 

(f)  56-83 

6-70 

0*58 

20*35 

13*02 

3-18  =  100  66  FeU. 

49. 

11  a 

56*14 

0-48 

4-66 

1-13 

22*68 

11-12 

3-72  =  99-93  FeU. 

In  anal.  3,  G.=2*99;  anal.  6  and  8,  G.  =  2-93;  anal.  11,  G.  =  3-0;  anal.  12,  G.  =  3*003  ;  anal  17, 
G.  =  3  067;  anal.  18,  G.  =  3-026;  anal.  19,  G.  =  3-004;  anal.  20,  G.  =  3*166;  anal.  23,  G.=3*03 
anal.  41,  G.  =  2-96;  anal.  44,  45,  G.  =  2*97. 
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OXTGEJ^  COMPOUNDS. 


II.  Aluminous  Yaeieties. 

1.  Edenite:  Magnesia-Lime  Amphibole.  Analyses:  1,  Eammelsberg  (Pogg.,  ciii.  441);  2 
Cajander  (J.  pr.  Ch.,  xlii.  454);  3,  Rammelsberg  (1.  c.) ;  4,  C.  Gmeliu  (Ak.  H.  Stockh.  1816);  5, 
Bonsdorff  (Schw.  J.,  xxxi.  414,  xxxv.  123);  6,  7,  Rammelsberg  (1.  c);  8,  Bonsdorff  (1.  c). 

2.  Pargasite  doi^  Hornblende.  9,  T.  S.  Hunt  (Rep.  G.  Can.,  18G3,  466);  10,  Bonsdorff  (1.  c); 
11,  12,  Uisinger  (Schw.  J.,  xxxi.  289);  13,  Suckow  (Die  Yerwitt.,  143);  14,  Delesse  (Ann.  d  M., 
xvi.  323,  1849);  15,  Kudernatsch  (Pogg.,  xxxvii  585);  16,  Kussin  (Ramm.,  Min.  Ch.,  492);  17. 
Bonsdorflf  (1.  c);  18,  Henry  (G-.  Rose,  Reise  Ural,  i.  383);  19,  Hisinger  (1.  c);  20,  Clausbrucb 
(Ramm.,  1st  Suppl.,  72);  21,  Struve  (Pogg.,  vii.  350);  22,  Rammelsberg  (ib.,  Ixxxiii.  458);  23. 
24,  Waltershauseu  (Vulk.  Gest.,  Ill);  25,  Delesse  (Mem.  Soc.  d'emul.  du  Doubs,  1847);  2'-., 
Sharpies' (Am.  J.  Sci.,  II.  xlii  271);  27,  Kudernatsch  (1.  c);  28,  Bonsdorff  (1.  c);  29-35,  Ram 
melsberg  (Pogg.,  ciii.  444) ;  86,  Delesse  (Ann.  d.  M.,  xvi.  323);  37-40,  Rammelsberg  (1.  c.) ;  41, 
Puzyrevsky  (Jalirb.  Min.,  1856,  352);  42,  Moberg(J,  pr.  Ch.,  xhi.  454);  43,  Waltershausen  (1  c); 
44,  Hisinger  (1.  c);  45,  Deville  (Et.  G.  Teneriffe,  1843). 

3.  XoRALiTE;  A/uminoics  Iron-Lime  Amphibole.  46,  47,  Klaproth  (Beitr.,  v.  150);  48,  Ram- 
melsberg (1.  c,  447);  49,  Schultz  (Ramm.  Min.  Ch.,  996). 

4.  Gamsigradite  ;  Ahirainous  Iron-Manganese  Amphibole.    50,  MiiUer  (B.  H.  Ztg.,  xx.  53). 

5.  Smaragdite,  51,  T.  S.  Hunt  (Am.  J.  Sci.,  II.  xxvii.  348);  52,  Boulanger  (Ann.  d.  M.,  viii. 
159)  : 

1.  Edexite;  Aluminous  Magnesia-Lime  Amphibole. 


1.  EdenviUe,  gy. 

2.  Storgord,  Pinl. 

3.  Pargas,  gn. 

4.  "  pale-gn. 
5. 

6.  Monroe,  bh.-gy. 

7.  Saualpe,  bn. 

8.  Aker,  gy. 


Si 
51-67 
39-37 
46-12 
51-75 

46-  26 

45-93 
49-33 

47-  21 


5-75 
15-37 
7-56 

10-  93 

11-  48 

12-  37 

12-  72 

13-  94 


Fe 
2-86 


Fe  Mn 


1-72 


2-39 

2-  27 

3-  97 
3-48 


4-55 
4-63 
2-28 


Mg 
23-37 
21-46 
21-22 
18  97 
19-03 


Xa    K  S 
0-75  0-84  0-46 


l?,-42  0-75  0-84  0*46   =98-12  R. 

17-61  =96-20  C. 

13-70  2-48  1-29  I'lO  2-76  =  98-50  R. 

10-04  1-83  =97-49  G. 

0  36  19-03  13-96  0-61    2  86.  gangue 

0-43  =  98-47  Bonsdorff. 

ir.    21-12  12-22  2-24  0  98  0-59   =100  34  R. 

  17-14    9  91  2-25  0-63  0-29  0-21  =  99-13  R. 

0-57  21-86  12-73    0-44  0-9  =99-93  B. 


2.  Pargasite  aw(f  Hornblende  ;  Aluminous  Magnesia-Lime-Iron  Amphibole. 

a.  Containing  not  over  10  p.  c.  of  oxyd  of  iron. 


9.  Madawaska  R.  55-05  4-50 

10.  Pargas  45-69  12-18 

11.  "  41-50  15-75 

12.  Lindbo  45-37  13-82 

13.  PiUefjeld,  Norw.  45-37  14-81 

14.  ThiUot,  gn.  50-04  8-95 

15.  Kienrudgrube  49-07  9-24 


5-85 
7-32 
7-75 

7-  74 

8-  74 

9-  59 

9-77 


  20-95  13-44 

0-22  18-79  13-83 

0-  25  19-40 

1-  50  16-34 
1-50  14-33 
0-20  18-02 


14-09   

13-92   

14  91   

11-48  0-81 


20-29  10-33 


  0-35   =100-14H. 

  1-42  =  99-45  B. 

  0-50   =97-24  H. 

  0-22   =98-91  H. 

   =99-66  S. 

0  08  0-59   ,  €r  0-24= 

100  Delesse. 
 =98-70  K. 


b.  Containing  over  10  p.  c.  of  oxyd  of  iron  and  under  20  p.  c. 


Zsidovacz 

Wetterau 

Kaltajuva 

Sliitmyran 

Cariuthia 

Bilin,  Bohem. 


22,  Hartlingen 


46-  01  10-49 
42-24  13-92 

45-  18  11-34 

47-  62  7-38 

46-  03  8-37 
40-08  17-59 
42-52  11-uO 


23.  Etna  39-75  15*29 

24.  "  40-91  13-68 

25.  Servance  47-40  7-15 

26.  Birmingham,  Pa.  47-77  7-69 

27.  La  Prese(Bormio)45-31  11-88 

28.  Nordmark,  'Werm.48-83  7-48 


10-03 

14-  59 

16-  16 

15-  78 

17-  44 
12-32 

16-  59 

1440 

17-  49 
15-40 
15-41 
15-93 

18-  75 


3-46 

0-33 

0-32 


15  09  13-80 
13-74  12-24 


17-  55 
14-81 

18-  48 
13-50 
13-45 


1-06  13-01 


ir. 


0-26 


13-  19 
15-27 
15-28 

14-  28  10-49 


9-87 
12-69 
10-23 
11  01 
12-25 

12-  99 

13-  44 
10-83 
13-16 


0-  89  0-18  0  18 

1-  71  1-92   


2-95 


1-15  13-61  10-16 


 =  98-88  K 

 =97-06  B, 

 =1(10-10  H. 

 =98-60  H. 

 =10i)-55  C 

1-04=98-57  S. 

 .  Ti  101  = 

100  45  Ramm. 

 =  97-52  W 

 =99-56  TV 

 =100  Del. 

 =99-57  Sh.  ■ 

   ,  Ti  0-66  = 

98-55  Kudernatsch 
0-50  0  41  =  100-89  B 


102 

0-  85 

1-  OO 
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I 


Ol 

re     X  e 

Jig 

Ca 

Xa 

K 

n 

F 

29.  Vesuvius 

39-92 

14-10 

6-00  11-03 

0-30 

10-72 

]2-62 

0  55 

3-37 

0-37 

 =98-78  R. 

30.  Hartlingen 

42-52 

1100 

8-30  9-12 



13  45 

12-25 

1-71 

1-92 

 .  Ti  1-01  = 

101-28  Ramm. 

31.  Cernosin 

40-65 

14-31 

5-81  1-13 



14-06 

12-55 

1-64  1-54  0-26 

 ,  Ti  0-80  = 

vv  lyj  jAdiuui. 

82.  Hounef 

41-01 

13-04 

5-38  10-75 

13-48 

9-31 

1-26 

1-79 

0-79 

 ,  Ti  1-53  = 

98-34  Ramm. 

83.  Steuzelberg 

39-62 

14-92 

10-23  7-67 

0-24 

11  32 

12-65 

1-12 

2-18 

0-48 

 ,  Ti  019  = 

9i:t-67  Ramm. 

84.  Bosg-olovsk 

44-24 

S-85 

5-13  11-80 

13-46 

10-82 

2-08 

0-24 

0-39 

0-25  =  98-27  R. 

35.  Pargas 

41-26 

11-92 

4-S3  9-92 

13-49 

11-95 

1-44 

2 -70 

0-52 

1-70  =  99  73  R. 

c.  Containing  over  20  p.  c.  of  osyds  of  iron  and  manganese  united. 


36.  Faymont 

41-99 

11-66 

  22  22 

12-59 

9-55 

1-1 

02 

1-47 

 =  100  D. 

37.  Arendal 

43-18 

10-01 

6-97  14-48 

0-29 

9-48 

11-20 

2-16 

1-80 

0-37 

 =94-44  R. 

38.  Philipstadt 

87-84 

12-05 

4-37  12-38 

0-68 

12-16 

14-01 

0-75 

2-68 

0-80 

 =97-67  R. 

39,  Fredericksviim 

40-00 

8-00 

10-10  11-04 

1-03 

11-51 

10-26 

2-72 

2-53 

0-60 

 ,  Ti  0-80  = 

98-59  R. 

40. 

40-00 

7-37 

10-45  13-33 

1-85 

7-51 

11-28 

5  : 

25 

0-54 

 ,  Ti  1-07  = 

9S-70  Ramm. 

41.  Xorwav 

87-84 

12-66 

10-24  9-02 

0-75 

10-35 

11-43 

4-lS 

2-11 

1-85 

 =99-93  P. 

42.  Kimito.  Finl. 

43-23 

11-73 

 26-81 

1-61 

7-04 

9-72 

 =100-14  M 

48.  Etna,  Y.  di  Bove  43  84 

9-27 

 21-79 

11-70 

12-05 

0-84 

 =99-49  W. 

44.  Garpenberg 

53-o0 

4-40 

 22-52 

0-35 

11-35 

4-65 

0  60 

 =97-10  H. 

45.  Teuerifle 

46-23 

9-25 

  29  34 

506 

9  37 

 =99-25  D. 

3.  XoRALiTE;  Aluminous  Iron-Lime  Amphihole. 


49.  Huttenthal  46-13  14-96  2-95  21-37   


2-25  11-00    tr.  0-75   =98-25  K. 

2-  00    8-00      0-5   =9S00K. 

3-  62    9-68  3-14  2-65  0-48   ,  Ti  101  = 

9S-63  Ramm. 
1-79  10-04  0-87  0-18  1-12   =99-41  S. 


46.  Xora,  Westm'nl'd  42*00  12-00   80  00  0-25 

47.  Fulda,  Hesse       47-00  26-00  15*00  

48.  Brevig  42-27    6-31   6-62  21-72  1-13 


4.  Gamsigradite  ;  Aluminous  Iron-Manganese  Amphihole. 

50.  Gamsigrad  46-58  13-63   12-29  6-00    8-44    8-83  3-17  1-00   =99-94  M. 

5.  Smaragdite. 

51.  Alps,poJegn.       54-30    4-54    3-87    19-01  13-72  2-80           0-30   ,  Xi  ir./eT 

0-61  =  99-15  Hunt. 

52.  Corsica  40-80  12-60    3-20   1-40  11-20  23-00    5-2   .       2  00  = 

99-40  Boulanger. 

In  anal.  1,  G.  =  3  059;  anal  3,  G.  =  8-104;  anal.  6,  G.=3-123;  anal.  7,  G.=3-102.  /,\J=124° 
8'  — 124  12'  ;  anal.  8.  called  grammatite;  anal.  9,  G.=3-(i54,  High  Falls  of  the  Madawaska,  Can.; 
anal.  14,  G.=3-059;  15,  from  near  Kongsberg ,  anal.  16,  G.  =  8-136;  anal.  21,  in  basalt;  22,  in 
trachyte;  anal.  26,  G.  =  3-114,  in  syenite;  anal.  29,  G.=3-2.S2,  in  a  block  from  Somma:  anal.  80, 
G.  =  3-270.  in  basaltic  tufa;  anal.  31.  G.  =  3-225.  la  basaltic  wacke ;  anal.  32,  G.  =  o-27T ;  anal.  33, 
G.  =  3-266.  in  trachvte:  anr;l.  34,  G.  =  3-214:  anal.  85.  G.=3-215;  36,  in  diorite;  anal.  87.  G.= 
3-276:  anal.  38,  G.  =  8-37^;  anal.  39,40,  G.  =  3-287, /  ■  7=1-24'  7',  in  zircon-syenite;  anal.  41, 
G.  =  3-28.  in  zircon-syenite;  anal.  48.  G.=3-428,  often  called  ^giriue;  anal.  49.  G.  =  3-25,  with 
mao-netite ;  anal.  51,  from  euphotide  of  Alps;  anal.  52.  from  euphotide  of  Finmalto,  Corsica, 
G.  =  3-10. 

In  the  Vesuvius  amphibole  {syntagmatite  Breith.)  Mitscherhch  found  Fe  9-96  and  Fe  19-30; 
in  the  Hiirtlingen,  respectively,  6-63  and  6-45  ;  in  the  "W'olsberg  13-25  and  2-59;  in  the  Arendal, 
5-69  and  14-65. 

The  smaragdite  of  Corsica  afiForded  Vauquelin,  in  an  imperfect  analysis  (Baud.  Min.,  ii  134),  Si 
50-0,      21-0,  Mg  6-0,  Ca  13-0,  02yd  of  iron  5-5,  €r  7-5,  Cu  1-5  =  104-5. 
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An  actinolite  rock  from  St.  Francis,  Canada,  afforded  T.  S.  Hunt  (Rep.  G-.  Can.,  1863,  466)  Si 
52-30,  ^1  1-30,  Mg  21-50,  Ca  15-00,  Fe  6*75,  Ni  tr.,  ign.  3-l0  =  99-95. 

The  Byssoliie  of  Saussure,  Dauphiny,  as  analyzed  by  Vauquelin  and  Macquart  (J.  Soc.  Philom., 
No.  54),  afforded  Si  47,  ffe  20,  Mu  lO'o,  Mg  9*3,  Ca  11  •3=95-6.  Occurs  with  a  black  oxyd  of 
manganese. 

The  analysis  by  Thomson  (Ann.  Lyc.  K  H.  K  York,  iii.  50),  referred  by  Shepard  to  boltonite,  is 
shown  by  B.  Silliman,  Jr.  (Am.  J.  Sci.,  II.  viii.  391),  to  pertain  probably  to  an  actinolite  from 
Lolton. 

The  fluorine  in  many  hornblendes  is  supposed  to  exist  as  fluorid  of  calcium,  and  this  ingredient, 
according  to  Bonsdorff,  may  constitute  1  part  in  5  of  the  mineral. 

Pyr.,  etc. — The  observations  under  pyroxene  apply  also  to  this  species,  it  being  impossible  to 
distinguish  the  varieties  by  blowpipe  characters  alone. 

Isomorphous  and  Dimorphous  relations  io  Pyroxene.  — Th.Q  analogy  in  composition  between  pyr- 
oxene and  hornblende  has  been  abundantly  illustrated.  They  have  the  same  general  formula ; 
and  under  this  formula  there  is  but  one  difference  of  any  importance,  viz..  that  Ume  is  a  prominent 
ingredient  in  all  the  varieties  of  pyroxene,  while  it  is  wanting,  or  nearly  so,  in  some  of  those  of 
hornblende. 

The  analogy  between  the  two  species  in  crystallization,  or  their  essential  isomorphism,  was 
pointed  out  by  G.  Rose  in  1831,  who  showed  that  the  forms  of  both  were  referrible  to  one  and 
the  same  fundamental  form.  The  prism  /  of  hornblende  corresponds 
in  angle  to  i-2  of  pyroxene;  that  is,  if  the  horizontal  axes  of  the 
latter  species  be  6 :  c,  those  of  the  former  will  be  1 :  2c.  Calculating 
from  the  angle  /  A  /  in  pyroxene,  87°  5',  the  angle  oii-2  is  precisely 
124°  30',  or  the  angle  /  A  /  in  hornblende.  The  annexed  table  ex- 
hibits the  symbols  of  the  planes  in  hornblende  as  they  would  be  on 
the  augite  type. 

But  while  thus  isomorphous  in  axial  relations  or  form,  they  are 
also  dimorphous.  For  (1)  the  cleavage  in  pyroxene  is  parallel  to  the 
prism  of  87°  5',  and  in  hornblende  to  that  of  124^°.  (2)  The  occur- 
ring secondary  planes  of  the  latter  are  in  general  diverse  from  those 
of  the  former,  so  that  the  crystals  difter  strikingly  in  habit  or  system 
of  modifications.  Moreover,  in  pyroxene  columnar  and  fine  fibrous 
forms  are  uncommon;  in  hornblende,  exceedingly  common,  (3)  Ihe 
several  chemical  compounds  under  pyroxene  have  one-tenth  higher 
specific  gravity  than  the  corresponding  ones  under  hornblende ;  that 
is,  a  compound  (as,  for  example,  {\  Ca  +  -^  ^Ig)^  Si*)  having  G.  =  3-28 
under  the  former,  has  approximately,  G.  =  2-95  under  the  latter. 

Again,  twins  occur  composed  part  of  amphibole  and  part  of  pyr- 
oxene, a  fact  bearing  on  the  isomorphism  and  dimorphism  of  the 
species. 

Obs. — Amphibole  occurs  in  many  crystalline  limestones,  and  metamorphic  granitic  and  schis- 
tose rocks,  and  sparingly  in  serpentine,  and  volcanic  or  igneous  rocks.  Tremolite,  the  magnesia- 
lime  variety,  is  especially  common  in  limestones,  particularly  magnesian  or  dolomitic ;  actinolite, 
the  magnesia-lime-iron  variety,  in  steatitic  rocks ;  and  brown,  dark-green,  and  black  hornblende, 
in  chlorite  schist,  mica  schist,  gneiss,  and  in  various  other  rocks  of  which  it  forms  a  constituent 
part.    Asbestus  is  often  found  in  connection  with  serpentine. 

Hornblende-rock,  or  amphiholyte,  consists  of  massive  hornblende  of  a  dark  greenish-black  or  black 
color,  and  has  a  granular  texture.  Occasionally  the  green  hornblende,  or  actinolite,  occurs  in 
rock-masses,  as  at  St.  Francis,  in  Canada. 

Hornblende-schist  has  the  same  composition  as  amphibolyte,  but  is  schistose  or  slaty  in  struc- 
ture. It  often  contains  a  httle  feldspar.  In  some  varieties  of  it  the  hornblende  is  in  part  in 
minute  needles. 

Diabase  is  a  fine-grained,  compact  hornblende-rock,  tough  and  heavy. 

Aphanyte  (or  corneiae)  is  hke  diabase,  but  is  without  distinct  grains  (whence  the  name,  from 
d(pavm,  unmanifest),  and  breaks  with  a  smooth  flint-like  fracture. 

Syenite  is  a  granite-hke  rock,  containing  hornblende  along  with  quartz  and  orthoclase  feldspar. 
Dyyryte  is  a  similar  rock,  grayish- white  to  nearly  black  in  color,  consisting  of  hornblende  and 
albite.  Hornblendic  or  syenitic  gneiss  has  the  same  constitution  as  syenite,  but  differs  in  having  a 
gneissoid  or  semischistose  structure. 

Hornblendic  granite  contains  hornblende  in  addition  to  the  ordinary  constituents  of  granite, 
quartz,  feldspar,  and  mica.  Gneiss  and  mica  schist  are  often  hornblendic  in  the  same  way.  The 
hornblende  in  mica  schist  is  usually  in  prisms,  either  stout  or  acicular, ■  which  sometimes  are 
aggregated  in  sheaf-like  tufts.    The  fasciculite  of  Hitchcock  is  merely  this  tufted  hornblende. 

The  dark-green  antique  porphyry  contains  hornblende  in  its  compact,  diabase-like  mass,  and  is 
therefore  called  diabase-porphyry.    G.  =  2-9— 3"0. 
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Hornblende  is  often  disseminated  in  black  prismatic  crystals  through  trachyte,  and  also  through 
other  igueous  rocks,  especially  the  feldspathic  kinds. 

EuphoUde  consists  of  a  whitish  or  greenish  compact  base  of  varying  constitution,  with  imbedded 
smaragdite.  The  euphotide  of  Corsica  has  been  called  corsilyte  (p.  23')).  The  samsurite,  as  shown 
by  Hunt  (Am.  J.  Sci.,  xxviii.  3:^6),  is  either  compact  lime-epidote,  as  that  of  the  Alps,  compact 
meionitc,  as  that  of  Mt.  G-enevre,  or  compact  f-Mspar :  these  different  kinds  being  distinguishable 
by  their  specific  gravity. 

"  The  compact  treniolite  called  nephrile  is  found  in  talcose  rock  or  schist,  and  granular  limestone. 

Aussig  and  Teplitz  in  Boliemia,  Tuuaberg  in  Sweden,  and  Pargas  in  Finland,  afibrd  line  speci- 
mens of  the  dark -colored  hornbleiides.  ActiaoUte  occurs  at  Saltzburg  and  Greiner  in  the  Ziherthal ; 
treniolite  at  St.  Gothard,  in  granular  limestone  or  dolomite,  the  Tyrol,  the  Bannat,  Gulsjo  m  Sweden, 
etc.  Calamite  occurs  at  Normarken  in  Sweden,  in  prisms  in  serpentine.  Ashestus  is  found  in 
Savoy,  Saltzburg,  the  Tyrol ;  also  in  the  island  of  Corsica,  where  it  is  so  abundant  that  Dolomieu 
employed  it  in  packing  his  minerals.  Rock  cork  is  obtained  in  Saxony,  Portsoy,  and  Leadhills, 
where  also  mountain  leather  occurs.  Oisans,  in  France,  affords  a  variety  of  amianthus,  composed 
of  fibres  having  some  degree  of  elasticity  ;  it  is  the  amianihoidt  of  Haiiy. 

In  the  United  Scates,  in  Maine,  black  crystals  occur  at  Thomaston,  at  Moultenboro  in  syenite ; 
pargasite  at  Phipsburg  and  Parsonsfield  ;  radiated  or  asbestiform  actinolite  at  Unity ;  treniolite  at 
Thomaston  and  Raymond.  In  N.  Hainp.,\A^ck  crystals  at  Franconia.  In  Vermont,  glassy  and  ra- 
diated actinohte  in  the  steatite  quarries  of  Windham,  Readsboro',  and  New  Fane.  In  Mass.,  white 
crysLids  at  Lee  (I7  m.  S.W.  of  the  meeting-house),  and  at  Xewberg;  glassy  and  radiated  actinolite 
at  Middlefield  and  Blanford;  radiated  actinohte  at  Carlisle.  Pelham.  Windsor,  Lee,  and  Great  Bar- 
rington;  black  crystals  at  Chester;  asbestus  at  Brighton,  Sheftield.  Pelham,  Xewbur}',  Dedham ; 
cummiagtonite  at  Cummington  and  Plainfield.  In  Conn.,  in  large  flattened  white  crystals  and  in 
bladed  and  fibrous  forms  (tremolite)  in  dolomite,  Canaan,  between  the  Falls  and  the  post-office, 
and  also  at  other  places  hi  Litchfield  Co.;  asbestus  at  West  Farms,  Winchester,  and  Wilton,  and 
with  mountain  leather  formerly  at  the  Milford  serpentine  quarries.  In  X.  York,  in  good  black 
crystals  at  Willsboro',  presenting  interesting  forms ;  also  near  the  bridge  at  Potsdam,  St. 
Lawrence  Co.;  near  Greenwood  Furnace,  and  in  Warwick,  Orange  Co.  (f.  229);  dark  green 
crystals  near  Two  Ponds,  and  also  1  m.  N.,  2^  ra.  N.,  and  1  m.  S.,  of  Edenville,  together 
with  gray  or  hair-brown  crystals  and  tremolite,  sphene,  and  chondrodite,  in  granular  hmestone ; 
of  various  forms  and  colors,  and  often  in  large  and  perfect  crystals,  near  Amity;  in  dark 
green  crystals,  with  ilmenite.  at  the  Stirling  mines.  Orange  Co. ;  in  short  green  crystals  at 
Gouvarueur,  sometimes  2  or  3  m.  in  diameter,  along  with  apatite ;  in  Rossie,  2  m.  JSJ".  of  Oxbow, 
the  variety  pargasite  in  neat  bright  green  crj^stals  ;  glassy  and  radiated  actinolite  near  a  hamlet 
called  Pec'ksville,  in  FislikiU ;  radiated  at  Bro\^m's  serpentine  quarry,  3  m.  N.W.  of  Carmel.  Putnam 
Co. ;  in  large  white  crystals  at  Diana,  Lewis  Co. ;  radiated  and  bladed  tremolite  at  Dover,  Kings- 
bridge,  the  Eastchester  quarries,  Hastings,  and  near  Youkers,  in  Westchester  Co. :  at  Knapp's 
quarry.  Patterson,  in  Putnam  Co.,  and  on  the  banks  of  Yellow  lake  and  elsewhere  in  St.  Lawrence 
Co. ;  asbestus,  near  Greenwood  Furnace ;  Rogers's  farm  in  Patterson ;  Colton  rock  and  Hustis's 
farm  in  Phillipstown,  Patuara  (  'o. ;  near  the  Quarantine  in  Richmond  Co.,  where  the  fibres  are  two 
to  three  feet  long.  In  X.  Jersey,  treniohte  or  gray  amphibole  in  good  crystals  at  Bryam.  and  other 
varieties  of  the  species  at  Franklin  and  Newton;  radiated  actinolite  at  Frankhn ;  tremolite  at 
Frankhn;  asbestus  and  mountain  leather  at  Brunswick.  In  Fenn.,  actinolite  in  Providence,  at 
Mineral  Hill,  in  Delaware  Cl. ;  at  UnionviHe ;  at  Kennett,  Chester  Co.,  often  in  fine  crystals ; 
tremohte-mth  asbestus  at  Chestnut  Hill  near  the  Wissahiccon,  near  Philadelphia,  at  London 
Grove,  Chester  Co. ;  nephrite  at  Easton.  In  Maryland,  actinolite  and  asbestus  at  the  Bare  Hills 
in  serpentine  ;  asbestus  at  Cooptown.  In  Virginia,  actinohte  at  WiUis's  Mt.,  in  Buckingliam  Co. ; 
asbestus  at  Barnet's  Mills,  Fauquier  Co. 

Alt. — The  alterations  of  amphibole  are  similar  to  those  of  pyroxene  (see  page  220).  The  fibrous 
and  diallage-like  varieties  are  especially  liable  to  take  up  water,  owing  to  the  finely  or  thinly 
divided  state  of  the  mineral.  Talc,  steatite,  serpentine,  chlorite,  biolite,  pinite,  chabasite,  limonite, 
tnagnetite,  iron  ochre,  are  among  the  reported  results  of  alteration. 

At  Ilmenau,  a  magne.sia-mica,  a  chlorite,  and  also  (as  an  after  product  from  the  chlorite)  iron- 
ochre,  occur  as  pseudomorphs  after  hornblende  (v.  Fritsch,  ZS.  Geol.  Ges.,  xii.  lO-t).  Groppite, 
and  perhaps  7-osite,  as  suggested  to  the  author  by  L.  Saemann  (4th  edit.,  p.  287),  may  be  altered 
pargasite.  Genth  describes  the  asbestiform  or  fibrous  serpentine  of  Texas  and  Providence,  Pa., 
and  the  haltiiaorite  as  altered  asbestus,  and  a  chrysolite  of  Delaware  Co.,  Pa.,  as  altered  actinolite 
(Am.  J.  Sci.,  II.  xxxiii.  203). 

Tiie  following  are  analyses  of  altered  amphiboles:  1,  Smith  &  Brush  (Am.  J.  Sci..  II.  xvi.  49); 
2,  Thomson  (Min.,  i.  209);  3,  C.  A.  Joy  (Ann.  Lyc.  N".  H.  N.  Y.,  vih.  123) ;  4,  5,  Beck  (Min.  N.  Y., 
SOT);  6,  Suckow  (Die  Yerwitt.  Min.,  143);  T,'  Delesse  (Ann.  d.  M.,  lY.  x.  317);  8,  Wiehage 
(Raram.  Min.  Ch.,  499);  9.  Madrell  (Pogg.,  Lxii.  142);  10.  Schultz  (Ramm.  Min.  Ch.,  499);  11,  T 
S.  Hunt  (PiiiL  Mag.,  lY.,  ii.  G5,  and  Rep.  G.  Can.  1863.  491): 
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Si  ^1         Fe    Mn   Sig      Ca    Xa  fi 

h  Eyd.  antJiorjhylUte, -S. Y.  T,58'3S      ir.        8-76           29  34    0-88    2-26,  K/r.  =  99-57  S.&B 

2.  "           "  54-98  1-56  3Fe  9*83  1-20  lo-o8  1 1-45,  K  G-80=99-20  T. 

3.  "           "  46-43    9  38  1-38  28*80    o-06    8'58==99  63  Joy. 

4*.  Warwick  85-00  32  33  2(r70  10  80   =  98*83  Beck. 

5.  "  34-66  25-33   25  22    5-09    9-09  =  99-39  Beck. 

6.  Fillefjeld,  Xor.  40-32  17-49  Fe  18-26  2-14    9  23    5  37    8-00=l(t0-81  Suckow. 

7.  Vos^es  43-64  12-50       5-19  0-93  17-74    9-10    10  90  =  100  Delesse. 

8.  Siebeiigebirg-e  34-87  1 0-73  3Fe  20-48    4-90    4-78  3-63  20-24=l(i0  Wiehage. 

9.  Wolfsberg  44-03  14-31  Fe25-55    2  33  10-08    3-44  =  99*74  MadreU. 

10.  Catancaro  46  08  11-81      14  10   lo-72    8  74  0-93    3  03,  J'e  1-77  =  98-88  8. 

11.  Loyanite  33-28  13  30  3Fel-92           35-50      16-00  =  100  T.  S.  Hunt. 

Anal.  4,  5,  crystals  having  the  angles  of  hornblende,  steatitic  in  feel  and  hardness ;  6,  clay-like ; 
7,  from  a  micaceous  porphyry  at  Traits-de-Roche,  small  prisms:  8.  from  trachyte  at  Margaretten- 
kreuz;  9,  large  crystals,  G.  =  2-94,  from  Wo]fsberg,  near  Ceruosin  in  Bohemia ;  10,  soft  greenish- 
brown  crystals;  11,  associated  with  pale-green  serpentine,  plilogopite,  and  apatite,  in  Laurentiau 
crystaUiue  limestone,  and  having  the  form  and  cleavage  of  hornblende,  though  edges  rounded ; 
about  124'. 

The  hydrous  antlwpJiylUte  of  New  York  Island  occurs  in  place  near  the  corner  of  59th  street  and 
]  0th  avenue,  and  also  in  many  places  in  boulders.  The  variations  in  the  analyses,  as  well  as  in 
the  aspect  of  the  material,  show  that  it  is  a  result  of  the  alteration  of  an  asbestiform  tremolite. 

247  A.  Waldheimite.  (Amphibol  iihnliches  Miu.  von  Waldheim  A.  Knop,^  Ann.  Ch.  Pharm., 
ex.  363,  1859;  Waldheimit  Rarnm.,  Min.  Ch.,  780,  ls60.)  An  amphibole-like  mineral,  which 
contains  much  soda,  and  is  peculiar  also  in  its  excess  of  silica,  both  suggesting  that  it  may  be 
amphibole  altered  by  the  alkaline  process.  It  occurs  in  veins  an  inch  thick,  and  resembles  actin- 
olite.  H.  =  5;  Gr.  =  2-957;  color  leek-gTeen;  translucent.  Composition,  according  to  Knop  and 
Hoffmann,  the  silica  in  each  being  a  mean  of  two  determinations  (Ann.  Ch.  Pharm.,  ex.  363): 


Si 

^1 

Fe 

Mn 

Mg 

Ca 

Na 

58-71 

1*52 

5*65 

0-25 

10-01 

n-53 

12-38 

=  100-05  Knop. 

58-45 

5*53 

0-51 

11*12 

10-2S 

12-61 

=  1(10-42  Hoffmann. 

58-45 

1-74 

5-79 

0-32 

10-83 

10-76 

12-93 

=  101-12  Hoffmann. 

It  lost  0-5  p.  c.  by  ignition.    The  oxygen  ratio  for  R,  E,  Si  is  11*84  :  0-80  :  31*24. 

From  serpentine  at  Waldheim  in  Saxony.  The  large  amount  of  soda  present  suggests  a  rela- 
tion to  arfvedsonite.  It  is  to  be  observed  that  the  excess  of  silica  occurs  along  with  an  unusual 
proportion  of  o.lkali. 

247B.  KOKSCUAROFFITE.  (Kokscharowit  X.  XordensJciold,  Bull.  Soc.  Nat.  Moscow,  xxx.  223, 
1857.)  Like  tremolite  in  appearance.  J  A /=  124°  — 124°  5',  Kokscharof.  In  aggregations  of 
prisms,  vdth  acute  edges  replaced  Cleavage:  I,  two,  equal,  very  distinct.  II,  =  5  — 5-5.  G.= 
2-97.  Lustre  subadamantine  to  vitreous.  Colorless,  dirty-white;  brown  to  dark-brown  from 
impurity.    Subtrauslucent.    Fracture  splintery. 

An  analysis  by  Hermann  (J.  pr.  Ch.,  Ixxxviii.  197)  afforded:  ^ 

Si  ^1         Fe         Mg         Ca         Xa         K  ign. 

45-99       18-20       2-40       16-45       12*78       1-53       1*06       0-60  =  99-01 

Giving  the  0.  ratio  for  R,  S,  Si  11-19  :  8-50  :  24  52 ;  or,  for  R+K,  Si  19-69  :  24-52  =  1  :  1-25;  for 
"Si  :  K-i-Si  11-19  :  33-02.  It  appears  to  be,  like  edenite,  a  magnesia-lime  amphibole,  but  with  a 
very  large  proportion  of  alumina;  and,  moreover,  part  of  the  alumina  must  be  basic  if  it  comes 
under  the  usual  amphibole  formula. 

In  a  closed  tube  only  traces  of  water.  B.B.  in  the  forceps  fuses  easily  to  a  white  translucent 
pearl,  coloring  tlie  flame  yellow ;  with  borax  a  clear  colorless  glass. 

Occurs  associated  with  lapis-lazuli  near  L.  Baikal,  in  Siberia.  Named  after  the  Russian  miner- 
alogist, Kokscharof. 

247C.  ScHEFFERiTE  BreUh.  (B.  H.  Ztg.,  xxiv.  429).  Breithaupt  has  referred  to  schefferite  of 
Michaelson  a  mineral  of  the  same  locality — Longban,  with  rhodonite — which  differs  from  it 
widely  in  composition,  if  the  analyses  may  l)e  trusted.  Moreover,  it  occurs  in  crystals,  while 
the  true  schefferite  is  known  only  massive.    The  following  are  its  characters: 

Monoclinic ;  I A  I=\20"^  45' ;  basal  plane  {or}  on  i-i=141^  30',  or  31^'',  to  the  axis.  Tlie  crystal 
has  the  planes  I,  i-i,  i-l^  the  basal  plane  referred  to,  and  a  hemidome  on  the  acute  angle  in  front. 
Cleavage :  rather  distinct  in  one  direction,  perhaps  also  parallel  to  x.  Mostly  massive,  fine  grauu« 
lar.  H.  =  5 — 5*5.  G.  =  3-433 — 3-436.  Lustre  vitreous.  Color  chestnut  to  clove  and  reddish 
browu.    Streak  pale  yeUowish-gray.    Subtranslucent  to  opaque. 
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Composition  according  to  Dr.  TTinkler  (1.  c.) : 

Si         ^1         3Fe        Mn        iS'i        iSlg       Ca  K 
49-50       1-42       25-43       6-78       0'20       4  27       7-75  O'lG 

The  iron  was  ascertained  to  be  all  sesquioxyd.  The  analysis  afforded  also  3  08  Ca  C,  £nd  0-09 
Sin  C.    It  requires  further  study. 

248.  ARFVEDSONITE.    ^rooA-e,  Ann.  Phil.,  v.  381,  1823.    Arfwedsonit.  Soda-hornblende. 

Probably  monoclinic.  /A  7=123°  55^  Brooke;  123°  50',  y.  Kobell ; 
123°  30',  "Breithaupt  ;  about  121°  40',  Brevig  mineral,  Descloizeaux. 
Cleavao'e  :  perfect  parallel  to  /;  imperfect  to         Also  cleavable  massive. 

II.  =  G.  G.  =  3-44,  Brooke  ;  3-329— 3-340,  Breithaupt;  3-589,  Eammels- 
berg.  Lustre  vitreous.  Color  pure  black ;  in  tliin  scales,  deep  green, 
Greenland,  or  brown,  Brevig.  Streak  grajdsh-green.  Opaque  except  in 
very  tliin  splinters.    Fracture  imperfectly  conclioidal. 

Comp.— 2fl^Si'+3  3FeSi^  Ramm.,  =(|R^  +  f  iPe)  Si^  which,  making  R=iFe  +  -i-iSra,  =Silica 
50-5,  sosquioxTd  of  iron  26-9,  protoxyd  of  iron  12-1,  soda  10-5  —  100.  3  Si^  +  2  3Pe  Si^,  v.Kobell, 
=(|lV-r  ^RfSil  Analyses:  1,  Thomson  (Min.,  i.  483);  2,  v.  Kobell  (J.  pr.  Ch.,  xiiL  8,  and  xci, 
449);  3,  Rammelsberg  (Pogg.,  ciii  292,  306);  4,  Plantamour  (J.  pr.  Ch.,  xxiv.  300): 

Si       ^1       5Fe       Fe      :^[n     Mg     Ca       Xa       K      CI  ign. 

1.  Greenland  50-51    2-49    85-14    7-46    1-56     0-96  =  98-12  T. 

2.  "        49-27    2-00    14-58    23-r)0    0-6-2    0*42    1-50     S'OO     ir.     0-24   =98-17  K- 

3.  "         51-22     tr.      23-75      7-80    1-12    0-90    2-()8    10-58    0-68    0-16  =  98-29  R 

4.  Brevig       46-57    3-41    24-38    2-07    5-»S    5-91      7-79    2-96,  Ti  2-02=  100-99  PI. 

In  the  above  analyses  the  degree  of  oxydation  of  the  iron  was  determined  only  in  those  by  Ram- 
melsberg and  V.  Kobell.  A.  Mitseherlich  has  obtained  (J.  pr.  Ch.,  Ixxxvi.  11)  for  the  Greenland 
A.Fe  io-ST,  Fe  5-93. 

Pyr.,  etc. — B.B.  fuses  at  2  with  intumescence  to  a  black  magnetic  globule ;  colors  the  flame  yel- 
low (soda) ;  with  the  fluxes  gives  reactions  for  iron  and  manganese.    Not  acted,  upon  by  acids. 

Obs. — Occurs  in  black  hornblende-like  crystals  at  Kangerdluarsuk  in  Greenlaud,  with  sodalite, 
eudialyte,  and  feldspar ;  also  in  zircon-syenite  in  Norway,  at  Brevig.  and  in  beds  of  magnetite 
at  ArendaL  Reported  also  from  Horberigberg,  near  Oberbergen,  with  ittnerite  and  ilmenite. 
The  Brevig  mineral,  analyzed  by  Plantamour,  has  been  referred  to  oegiri/ie.  The  angle  given  de- 
termines its  relation  to  the  amphibole  sub-group. 

249.  CROCIDOLITE.  Blau-Eisenstein  (fr.  S.  Africa)  Klapr.,  Mag.  Berl.  Ges.  K  Fr.,  v.  72, 
1811.  Beitr.,  vL  237,  1815.  Krokydohth  Hausm.,  Geh  Anz.  Gott,  1585,  1831.  Blue 
Asbestus. 

Fibrous,  asbestus-like  ;  fibres  long  but  delicate,  and  easily  separable. 
Also  massive  or  earthy. 

H.=I.  G.  =  3-2— 3-265.  Lustre  silky.  Color  and  streak  lavender-blue 
or  leek-green.    Opaque.    Fibres  somewhat  elastic. 

Comp. — The  analyses  by  Stromeyer  afford  nearly  R^  Si^+  2  ;  but  the  degree  of  oxydation  of 
the  iron  is  undetermined.  Analyses:  1,  2,  Stromeyer  (Pogs:.,  xxiiL  153);  3,  Delesse  (Ann.  d. 
M.,  III.  X.  317): 

Si       Fe       Mn     Mg      Ca  Xa 

1.  Africa,  yi&m/.s    50-81    33-88     0-l7      2-32    0*02    7-03    5-58=98-81  Stromeyer. 

2.  "     earthy     51-64    34-38      0-02      2-64    0-u5    7-11    4-01=99-85  Stromeyer, 

3.  Yosges  53-02    25-62MnO-50    10-14    I'lO    5-69    2-52,  K  0-39,  CI  0-51,  P  0-17=99-66. 

Pyr.,  etc. — In  the  closed  tube  yields  a  small  amount  of  alkaline  water.  B.B.  fuses  easily  -with 
intumescence  to  a  black  magnetic  glass,  coloring  the  flame  yellow  (soda).  With  the  fluxes  givei 
reactions  for  iron.    Unacted  upon  by  acids. 
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Obs. — Occurs  in  South  Africa,  in  the  Grig-na  country,  beyond  the  Great  Orange  river,  700  in 
up  from  the  Cape  of  Good  Hope  ;  in  a  micaceous  porphyry  at  Wakembach  in  the  Vosges  (anal. 
3);  at  Stavern,  Norway,  in  zircon-syenite,  along  with  arfvedsonite,  to  which  it  is  closely  related, 
and  of  which,  as  has  been  suggested,  it  may  be  a-  fibrous  or  asbestiform  variety ;  at  Gelling  in 
Salzburg,  in  gypsum  with  blue  quartz ;  at  Ruka,  near  Domaschow  in  Moravia,  with  a  ferruginous 
dolomite  ;  in  Greenland,  both  fibrous  and  earthy.  In  the  African,  the  fibres  of  the  fibrous  seamg 
or  masses  make  an  angle  of  about  106^  with  the  opposite  surfaces  of  the  seam,  according  toHaus- 
mann ;  and  the  same  author  states  (Handb.,  743,  1847)  that  a  cylinder  of  it  j^jj  of  an  inch  in  di- 
ameter, supported  91  Hanoverian  pounds  before  breaking,  while  one  of  asbestus,  jItj  of  an  inch 
in  diameter,  broke  with  a  weight  of  6  ounces. 

The  Stavcru  mineraV  referred  here  by  Hausmann,  is  the  Faseriger  Siderit  Leonh.,  Gehl.  J.,  iii. 
]01,  and  Fasriges  Eisenblau  Hansm.,  Handb.,  1076,  1813. 

Named  from  ^|yo^■^5  (or  KpoKvs),  vjooj\  in  allusion  to  its  fibrous  structure. 

250.  WICHTISITE.  Wichtyne  Laurent,  Ann.  Ch.  Phys.,  lix.  107,  1835.  Wichtisit  Hausmann. 

Massive ;  cleavage  parallel  to  the  sides  of  a  rhombic  prism,  nearly  rect- 
angular, according  to  Laurent. 

Scratches  glass.  (t.  =  3-03.  Color  black.  Lustre  dull.  Fracture  angu- 
lar, or  flat  conclioidal. 

Comp. — (4^E,^+-^3S)  Si^  Analyses:  1,  Laurent  (1.  c);  2,  Slromborg  (Arppe  Finska  Min.,  17): 

Si         *1        Pe       Fe        Mg      Ca  Na 
56-3       13-3       4-0       13-0       3-0       6-0       3-5=99-l  Laurent. 
54-24     14-27      —       15-62      3-86      5-65      3'88,  Mn  2-70  =  100-22  Stromborg. 

B.B.  fuses  to  a  black  enamel  and  becomes  magnetic.    Not  attacked  by  acids. 
From  Wichtis  in  Finland.     Dufrenoy  observes  that  a  specimen  examined  by  him  had  no 
cleavage. 

Gmelin  has  analyzed  a  mineral  from  a  basaltic  rock  near  "Wetterau  ( Jahrb.  Min.,  1 840,  549), 
having  G.  =  2-705,  and  not  acted  upon  by  acids,  which  has  essentially  the  composition  of  wich- 
tisite,  it  affording  isi  56-80,  Al  15'32,  Fe  12'06,  Mn  3-72,  Ca  4-85,  Mg  5-05,  K  0-34,  Na  3-14,  cor- 
responding closely  to  {\  +  ^^1)  Si^  Kammelsberg  includes  the  analysis  among  those  of  pyr- 
oxene, but  speaks  of  the  composition  as  anomalous;  unlike  the  augites,  the  alumina  does  not 
replace  any  of  the  silica. 

251.  Glaucophane  Hausmann,  Gel.  Anz.  Gott.,  195,  1845.  Orthorhombic  or  monoclinic.  In 
indistinct  long  thin  six-sided  prisms,  made  up  of  the  planes  /  and  t'-l,  and  longitudinally  striated. 
Also  granular  massive.  H.=5'5.  G.  =  3-]03 — 3-113.  Lustre  vitreous  to  pearly.  Color  blue, 
lavender-blue,  bluish-black,  grayish.  Streak-powder  grayish-blue.  Translucent  to  opaque.  Brit- 
tle.   Powder  slightly  m acetic. 

Comp.— (f  R^  +  f  fij  Si^   Analysis  by  Schnedermann  (J.  pr.  Oh.,  xxxiv.  238): 

Si  56-49     ^  12-23     Fe  10-91     Sin  0-50     Mg  7-97      6a  2-25      Na  with  tr.  K  9-28=99-63 

B.B.  becomes  yellowish-brown,  and  melts  easily  and  quietly  to  an  olive-green  glass.  An  iron 
reaction  with  the  fluxes.    In  acids  partly  soluble. 

Occurs  at  the  island  of  Syra,  one  of  the  Cyclades,  in  mica  slate,  along  with  garnet,  hornblende, 
and  mica.    The  name  is  from  yAaw^os,  Nuish-green,  and  (paiuu,  I  appear. 

252.  SORDAVALITE.    Sordawalit  K.  Nbrdenskiold,  Finl.  Min.,  86,  1820. 
Massive  ;  no  cleavage  apparent. 

H.  =  2*5.  G.==2*53— 2'58.  Lustre  vitreo-resinous,  or  like  bitumen. 
Streak  liver-brown.  Color  grayish  or  bluish-black.  Opaque.  Fracture 
conclioidal.  Brittle. 

Comp,— Analyses :  1,  Nordenskiold  (1.  c.) ;  2,  Wandesleben  (K  Jahrb.  Pharm.,  i.  32) : 


1. 
2. 


Si        ^1  Fe 
49-40      13-80  18-17 
47-70     16-65  3Pe  21*32 


10-67 
10-21 


2-68 
2-26 


4-38=99-10  Nordenskiold. 
 =98  14  \Yandesleben. 
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Supposed  by  Berzelius  to  be  a  silicate  mixed  with  some  pliospliate  of  magnesia,  tLe  silicate 
corresponding  to  (4-  (Mg,  Fe)^  +  i  i^l)  Si^,  which  is  essentially  the  formula  of  wichtisite;  but  the 
second  analysis  makes  the  iron  sesquioxyd. 

B.B.  alone,  it  is  difficultly  fusible  to  a  blackish  globule.  "With  borax  it  forms  a  green  glass. 
Partly  soluble  in  muriatic  acid.    Becomes  reddish  on  exposure  to  the  atmosphere. 

Forms  thin  layers  on  trap,  near  the  town  of  Sordavala  in  Finland ;  at  Bodenmais  in  Bavaria,  it 
is  associated  with  pyrrhotite.    It  resembles  pit-coal  in  appearance. 


253.  TACHYLYTE.    Tachylyt  (fr.  Sasebiilil)  BreUh.,  Kastn.  Arch.  Nat.,  vii.  112,  1826. 

Massive  without  cleavage,  looking  like  obsidian  or  gadolinite. 

H.  =  6'5.  G.=:2'565— 2*593.  Lustre  between  vitreous  and  resinous. 
Color  pitch-black,  velvet-black  to  grajish-black.  Brittle.  In  powder 
attractable  by  the  magnet. 

Comp. — Analysis  :  Schnedermann  (Studien  d.  G.  B.  B.  Fr.,  v.  100) : 

Si  ^1         Fe         liln       Mg        Ca        Na        K  fl 

55-74       12-40       13-06       0*19       5-92       7-28       3-88       0-60  2-73 

Pyr.,  etc. — B.B.  fuses  easily  with  intumescence  to  a  brown  slag  or  opaque  glass. 
Obs. — Found  at  Sasebiihl,  between  Dransfeld  and  G-ottingen,  in  basalt  and  wacke. 
Named  from  ra^^f,  quick^  and  Au-d?,  dissolved^  in  allusion  to  the  fusibility. 

253 A.  Hyalomelan  Bausm.,  Handb.,  545,  1847.  Gmelin  referred  to  tachylyte  a  mineral  from 
a  porous  volcanic  rock  in  the  Yogelsgebirge,  to  which  Hausmann  has  since  applied  the  name 
hyalomelan.  It  is  similar  in  aspect,  structure,  and  hardness;  G.  =  2'7144.  Gmehn's  analysis 
(Pogg.,  xlix.  234)  afforded : 

Si  ^1  Fe  Mn        Mg        Ca         Na         K  Ti      H  &  Am 

50-22        17-84        10-27        0-40        3-37        8-25        518       8-87       1*42       0-50  =  101-32 

It  affords  approximately  3  R,  ^1,  4^  Si.  But  little  reliance  can  be  placed  on  results  with  such 
amorphous  minerals.  The  species  may  be  the  same  with  tachylyte.  Hausmann  places  near 
here  the  slaggy  augiie  of  Karsten,  having  G.  =  2-666.  from  a  limestone  bed  near  Guiliana,  Sicilv, 
from  which  Klaproth  obtained  (Beitr.,  iv.  190)  Si  55-00,  Al  16-50,  Fe  13*75,  Mn  tr.,  Mg  1-75,  Ca 
lU-00,  H  1-50. 

A  similar  mineral  in  appearance  is  found  on  the  north  shore  of  Lake  Superior;  and  also  in 
a  trap  dike  at  Johnsburg,  Warren  Co.,  N.Y. 


254.  BERYL.  ^jidpaySos  pt.  [rest  Chrysocolla,  Malachite,  etc.,  and  other  green  stones]  Theophr. 
B/'/pT;AAoj  Gr.  Smaragdus  pt.  [rest  as  above]  +Beryllus  (Chrysoberyllus,  Chrysoprasius  incl.) 
Plin.^  xxxvii.  16-20.  Emerald;  Beryl;  Aquamarine.  Smaragdus  +  Beryll  Wall,  Min.,  117, 
122,1747.  Smaragdus  +  Bloagrun  Topas  (  =  Beryll,  Aquamarin)  Cro/^sil.,  Min ,  44,  1758.  Em- 
eraude  (incl.  Emerald  and  Beryl  or  "  Aigue-marine,"  and  ChrysoUte  du  Bresil)  de  Lisle,  Crist., 
135,  1772,  ii.  245,  1783  ;  H.,  J.  d.  M.,  iv.  72,  1798,  Tr.,  ii.  1801.  Schmaragd+Beril  Wern.,  the 
two  as  distinct  sp.  until  1811.  A  siUcate  of  alumina  with  lime  Achard,  Edelst.,  47,  1779; 
Bergm.,  Opusc,  ii.  96,  1782  ;  and  others.  A  sihcate  of  alumina  and  GLUCINA  Vauq.,  J.  d.  M,, 
iv.,  1798,  vii.  97,  1800;  ^ /opr.,  Beitr.,  iii.  221,  1802.  Davidsonite  (fr.  near  Aberdeen)  2'/io??i50/2, 
Min.,  i.  247,  1886.    Goshenite  S/iep.,  Min.,  i.  143,  1844. 

Hexagonal.  0  A  l=il50°  3' ;  a=0*4:99.  Occurring  ]3lanes  :  0;  vertical, 
/,  i-^  ;  hexag.  pyramids,  1,  f,  2,  J^S- ;  1-2,  2-2  ;  dihexag.  pyr.,  in  zone, 
2-2  :  /,  3-f ,  4-1,  12-if ;  id.  in  other  zones,  2-f ,  2-f ,  6-|,  . 
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0  A  1=139°  10' 
6>  A  2=130  58 
0  A  2-f =130  58 
0  A  3-1=123  16 


O  A  1-2=116°  3r 
6^  A  2-2  =  135  4 
(9  A  7=90 
7a  7=120 


7  A  2-2=127°  43 
7  a  3-1=142  11 
7  a  4-1=151 


7a  8-1=165  30 
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Haddam,  Ct. 


Siberia. 


Monroe,  Ct. 


Cleavage  :  basal  imperfect ;  lateral  indistinct.  Occasionally  coarse  columnar 
and  large  granular. 

H.  =7*5— 8.  G.=2'63— 2*76.  Lustre  vitreous,  sometimes  resinous. 
Color  emerald-green,  pale  green,  passing  into  light-blue,  yellow,  and  white. 
Streak  white.  Transparent — subtranslucent.  Fracture  conchoidal,  un- 
even.   Brittle.    Double  refraction  feeble  ;  axis  negative. 

Var. — This  species  is  one  of  the  few  that  occur  only  in  crystals,  and  that  have  no  essential 
variations  in  chemical  composition.  There  are,  however,  two  prominent  groups  dependent  on 
color,  the  color  varying-  as  chrome  or  iron  is  present ;  but  only  the  merest  trace  of  either  exists 
in  any  case.    The  crystals  are  usually  oblong  prisms. 

I.  Emerald.  Color  bright  emerald-green,  owing  to  the  presence  of  chromium.  G.=2*6'7,  fr. 
Muso,  Lewy;  2-63,  fr.  Pinzgau,  Hofmeister ;  2-710  — 2*759,  fr.  Ural,  Kammerer.  Hardness  a  little 
less  than  for  beryl,  according  to  the  lapidaries. 

2.  Beryl.  Colors  those  of  the  species,  excepting  emerald-green,  and  due  mainly  to  iron.  G.  = 
2-694—2-695,  transparent,  colorless,  fr.  Ural;  2-681— 2-694,  id.,  yellowish,  id.;  2*702  — 2-710,  id., 
green,  id.;  2-725,  id.,  rose-red,  id.;  all  by  Kokscharof    On  cryst,  see  Kokscharof,  Min.  Russl., 

i.  147,  ii.  356,  iii.  7  2,  iv.  125  ;  Hessenberg,  Min.  Not.,  v.  28.  The  varieties  of  beryl  depending  on 
color  are  of  importance  in  the  arts,  when  the  crystals  are  transparent  enough  to  be  of  value  as 
gems.  The  principal  kinds  are  :  (a)  colorless ;  (6)  bluish-green,  called  aquamarine^  a  name  sug- 
gested, though  not  used,  by  Pliny,  where  he  says  of  it,  "  qui  viriditatem  puri  maris  imitantur ;"  (c) 
apple-green ;  {d)  greenish-yeUow  to  iron-yellow  and  honey-yellow  (apparently  chrijsoherylhis  of 
Pliny  and  ancient  jewelry) ;  (e)  pale  yellowish-green  (probably  the  clirysoprasius  Plin.,  and  perhaps 
his  chrysolithus  in  part,  as  also  in  more  modern  times) ;  (/)  clear  sapphire-blue  {hyacintkozontea  of 
Plin.) ;  (g)  pale  sky-blue  {aero'ides  Plin.) ;  (h)  the  pale  violet  or  reddish  {amlthide  hasaltine  Sage, 
Min.,  231);  {%)  the  opaque  brownish-yellow,  of  waxy  or  greasy  lustre.  The  above  names  by 
Pliny  are  mentioned  in  his  account  of  beryl.  The  oriental  emerald  of  jewelry  is  emerald-colored 
sapphire.  Davidsonite  is  nothing  but  greenish-yellow  beryl  from  near  Aberdeen  ;  and  goshenite  is 
a  colorless  or  white  variety  from  Goshen,  Mass.  (anal.  1 6). 

Comp.— (^  Se^  +  i  Al)  Si'=Silica  66-8,  alumina  19-1,  glucina  14*1  =  100.  Analyses:  1,  Du- 
menil  (Schw.  J.,  xxxix.  487);  2,  Berzelius  (Schw.  J  ,  xvi.  265,  277);  3,  4,  Moberg  (Act.  Soc.  Fenu., 

ii.  81);  6,  Scheerer  (Pogg.,  xlix.  583);  6,  Borntriiger  (Jahrb.  Min.,  1851,  185);  7,  W.  Mayer  (ib , 
674);  8,  9,  Muller  (J.  pr.  Ch.,  Iviii.  180);  10,  Hofmeister  (ib.,  Ixxxi.  1);  11,  C.  Gmehn  (Pogg.,  1. 
ISO);  12,  Mallet  (Ramm.  Min.  Ch.,  555,  and  5th  Suppl.,  66);  13,  Haughton  (J.  G.  Soc,  xviii.  417); 
14,  Heddle  (Phil.  Mag.,  xii.  386);  15,  Schneider  (Ramm.  Min.  Ch.,  555);  16,  Mallet  (Am  J.  Sci., 
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IT.  xvii.  180);  lY,  Klaprotli  (Beitr.,  iii.  215);  18,  Schlieper  (Ramm.  2nd  Suppl.,  34);  19,  Lewy 
(Auu.  Cli.  Phys.,  111.  liii.  5);  20,  liofineister  (1.  c): 


Si 

X>6 

re 

1. 

Ural           Beryl  Q1  00 

16  50 

14-50 

1-00,  Oa  0-50=99-50  Dumenil. 

2. 

Broddbo 

"  68-35 

17-60 

13-13 

0-72,  fa  0-72  =  100-52  Berzelius. 

3. 

Taraela 

"  66-61 

IG'ol 

12*75 

3-03,  fa  0"10  =  99-00  Moberg. 

4. 

Somero 

"  67-36 

1 6  46 

1 2-75 

1-50  =  98-35  Moberg. 

5. 

Fossum 

"  67-00 

1964 

12-56 

n-=i'-{   Pfl  (fl8  —  C)9-<)1  Snhpprpr 

6. 

Heidelberg 

"  66-90 

18-15 

12-20 

2-95=100-20  Borutriiger. 

1. 

Zwiesel 

"  66-56 

17-82 

12  66 

2-43,  Mn  0-11=99-58  Mayer. 

8. 

Tirsehenratli 

"  66-8 

19-9 

13-1 

0-9  =10(j-7  Millie r. 

9. 

Scliwarzeubacli 

"  67-4 

20*0 

12-0 

0-3  =99-7  Miiller. 

10.  Rosenbach 

"  65-51 

20-71 

11-46 

1-33,  Ca  0-23,  Mg  0-12=99-36  Hofmeister. 
 =98-68  Gmelin. 

11. 

Limoges 

"  67-54 

17-6;} 

13-51 

12. 

Killiney 

"  66-13 

17-87 

13-09 

1-62  =  99-51  Mallet. 

13.  Donegal,  I. 

"  65-52 

17-22 

13-74 

1-53,  Ca  0-43,  Mg  0-13,  fi  0-90=99-47  Ho. 

14. 

Davidsonite 

»'  67-70 

15-64 

12-52 

Fe  0-25,  Mg  3-iO,  H  0-16  =  99-27  Heddle. 

15. 

Australia 

"  67-6 

18-8 

12-3 

0-9  =99-6  Schneider. 

16. 

Groshen,  Mass. 

"  66-97 

17-22 

12-92 

2-03,  Mn  ir.  =  99-13  Mallet. 

17. 

Muso,     Emerald  68-50 

15-75 

12-50 

1-00,  €r  0-30,  Ca  0-25  =  98-30  Klaproth. 

18. 

69-51 

14-49 

15-41 

 ,  Mg,  Ca  1  64=101-05  Schlieper. 

19. 

u  a 

(1)67-85 

17-95 

12-40 

 ,  €r  tr..  Mg  0-90,  Na  0-7  0=99-80  Lewj. 

20. 

Heubachtli.  " 

66-22 

16-36 

12-79 

1-63,  CaO-78,  Mg  0-83  =  98-61  Hofmeister. 

In  anal  10,  G.  =  2-65  ;  anal.  13,  G.  =  2-686,  from  Sheskina-roan  in  Donegal  Co. 

The  union  of  emerald  and  beryl  in  one  species,  which  Pliny  says  was  suggested  in  his  time, 
was  first  recognized  on  crystallographic  grounds  by  De  Lisle,  and  more  satisfactorily  through 
measurements  of  angles  by  Haiiy  ;  and  chemically  by  Vauquelin. 

Pyr.,  etc. — B.B.  alone  unchanged  or  becomes  clouded ;  at  a  high  temperature  the  edges  are 
rounded,  and  ultimately  a  vesicular  scoria  is  formed.  Fusibility =5-5  (Kobell).  Glass  with  borax, 
clear  and  colorless  for  beryl,  a  fine  green  for  emerald.  Slowly  soluble  with  salt  of  phosphorus 
without  leaving  a  sihceous  skeleton.  A  yellowish  variety  from  Broddbo  and  Fiubo  yields  with 
soda  traces  of  tin.    Unacted  upon  by  acids. 

According  to  Lewy,  the  emerald  of  Muso  becomes  white  at  a  red  heat,  and  loses,  as  a  mean 
result,  166  of  water  and  0-12  of  organic  matter,  the  latter  consisting  of  0*03  to  0-05  of  hydrogen 
and  0-09  to  O-116  of  carbon. 

Obs. — Emeralds  occur  in  clay  slate,  in  isolated  crystals  or  in  nests  (not  in  veins\  near  Muso,  etc._ 
75  m.  IST.N.E.  of  Bogota,  N.  Granada,  a  rock  containing  Cretaceous  fossils  in  its  limestone*  concretions, 
A  perfect  hexagonal  crystal  from  this  locality,  2  in.  long,  is  in  the  cabinet  of  the  Duke  of  Devonshire ; 
it  measures  across  its  three  diameters  2j  in.,  2i-  in.,  \\  in.,  and  weighs  8  oz.  18  dwts. ;  owing  to 
flaws,  it  is  but  partially  fit  for  jewelry.  Emeralds  of  less  beauty,  but  much  larger,  occur  in  Siberia, 
on  the  river  'I'okowoia,  N.  of  Katherinenberg,  along  with  phenacite,  chrysoberyl,  apatite,  rutile, 
etc.,  imbedded  in  mica  schist.  One  specimen  in  the  Royal  collection  measures  14^  in.  long  and 
12  broad,  and  weighs  16 j  lbs.  troy;  another  is  7  in.  long  and  4  broad,  and  weighs  6  lbs.  troy. 
Mount  Zalora,  in  Upper  Egypt,  aftbrds  a  less  distinct  variety,  and  was  the  only  locality  which  was 
known  to  the  ancients.    Occurs  about  Heubachthal  in  Salzburg,  in  mica  schist. 

Transparent  beryls  are  found  in  Siberia,  Hindostan,  and  Brazil.  In  Siberia  they  occur  at  the 
emerald  mine  mentioned,  at  Mursinka  and  Schaitauka,  near  Katherinenberg;  near  Miask  with 
;opaz;  in  the  mountains  of  Adun-Tschilon  with  topaz,  and  elsewhere;  in  Hindostan  at  Canjar- 
gum ;  and  in  Brazil  on  Rio  San  Matteo.  Some  Siberian  transparent  crystals  exceed  a  foot  hi 
length.  The  most  splendid  aquamarine  of  which  we  have  any  account  belongs  to  Don  Pedro,  and 
is  from  Brazil;  it  approaches  in  size,  and  also  form,  the  head  of  a  calf,  and  exhibits  a  crystalline 
structure  only  on  one  side;  the  rest  is  water-worn;  and  it  weighs  2i5  oz.  troy,  or  more  than  18^ 
lbs. ;  the  specimen  is  transparent  and  without  a  flaw.  Beautiful  crystals  also  occur  at  Elba;  the 
tin  mines  of  Ehrenfriedersdorf  in  Saxony,  and  of  Schlackenwald  in  Bohemia.  Other  localites  are, 
the  Mournc  Mts.,  Ireland,  Co.  of  Down ;  also  Killiney  near  Dublin;  yellowish-green  at  Rubislaw, 
near  Aberdeen,  Scotland  (davidsonite),  and  elsewhere  in  Aberdeenshire;  in  small  bluish  crystals 
at  St,  Michael's  Mount  in  Cornwall;  Limoges  in  France;  Finbo  and  Broddbo  in  Sweden;  Tamela 


*  Lewy  found  the  hmestone  to  consist  of  Ca  C  47-8,  Mg  C  16-7,  Mn  C  0-5,  Si  24-4,  Ai  5-5,  fie 
0-5,  Fe  2-6,  pyrite  0-6,  alkaU  2-7  =  101-2, 
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and  Somero  in  Finland ;  Fossum  in  Norway ;  Pfitscher- Joch,  Tyrol ;  Bodenmais  and  Rabenstein 
in  Bavaria ;  in  Australia,  and  elsewhere. 

Beryls  of  gigantic  dimensions  have  been  found  in  the  United  States,  in  N.  Hamp.,  at  Acworth 
and  Grafton,  and  in  3Iass.,  at  Roj^alston ;  but  they  are  mostly  poor  in  quality.  One  beryl  from 
Grafton  weighs  2,900  lbs.;  it  is  32  in.  through  iu  one  direction  and  22  in  another  trausver-^e,  and 
is  4  f.  3  in.  long.  Another  crystal  from  this  locality,  according  to  Prof  Hubbard,  measures  45  in. 
by  2-4  in  its  diameters,  and  a  single  foot  in  length  by  calculation  weighs  1,07G  lbs.,  makiug  it  in  all 
nearly  2^  tons.  At  Royalstou,  one  crystal  exceeded  a  foot  in  length;  the  smaller  crystals  are 
often  Umpid,  and  a  yellowish  variety  forms  a  gem  resembling  chrysolite ;  the  colors  are  mostly 
aquamarine,  grass-green,  and  yellowish-gTcen ;  one  locaUty  is  in  the  southeast  part  of  Royalston, 
near  the  school-house,  ou  the  land  of  Mr.  Clarke  ;  the  best  crystals  are  imbedded  in  quartz ;  a  still 
better  is  situated  4  m.  beyond  the  old  one  in  South  Royalston;  some  crystals  of  a  sky-blue  color 
in  white  quartz  are  beautiful. 

Other  localities  are  in  Maine,  at  Albany;  at  Norway;  Bethel;  Hebron;  in  Paris, 
large,  with  black  tourmaline  and  mica;  at  Bowdoinham  and  Topham,  pale  green  or  yellowish- 
white,  in  veins  of  graphic  granite ;  at  Georgetown,  Parker's  island,  mouth  of  Kennebec.  In  JV. 
Hamp.,  at  Wilmot ;  at  Compton,  as  good  as  at  Royalston.  In  Mass.,  at  Barre,  exceUent  specimens ; 
at  Pearl  Hill  in  Fitchburg,  at  Goshen  (goshenite),  and  at  Chesterfield.  In  Conn.,  at  Haddam,  in  a 
feldspar  vein  in  gneiss,  on  the  east  side  of  the  river,  the  crystals  having  the  terminations  for  a 
twelfth  of  an  inch  transparent  (fig.  231,  the  dotted  line  indicating  the  limit  of  the  transparent  por- 
tion); also  at  the  chrysoberyl  locahty;  the  Middletown  feldspar  quarry;  in  Chatham,  near  the 
cobalt  mine,  in  granite ;  at  Monroe,  m  a  granite  vein,  the  crystals  often  consisting  of  displaced 
pieces  separated  by  quartz  (fig.  233) ;  at  Madison,  in  beautiful  crystals.  In  Penn.,  at  Leipervihe 
and  Chester,  crystals  sometimes  10  to  12  in.  long  and  1-^  in  diameter,  with  black  tourmahne ;  at 
Mineral  Hill. 

Kokscharof  obtained  from  Ural  beryls  for  the  angle  OA  I,  150°  3'  24". 

The  species  d  '-opiase  and  p)y I'osmalite  are  homoeomorphous  with  beryl,  and  have  the  same  oxygen 
ratio  between  the  bases  and  silica,  if  the  water  and  chlorine  be  excluded. 

Alt. — Kaolin,  mica,  limonite,  and  quartz,  occur  as  pseudomorphs  after  beryl,  the  last  two  by 
substitution,  the  others  by  alteration. 

The  change  to  kaohn  is  the  same  essentially  as  in  feldspar.  An  altered  beryl,  from  Tirschen- 
reuth  aftbrded  H.  Miiller  (J.  pr.  Ch.,  Iviii.  182)  Si  58-S,  Al  24-7,  Fe  2-6,  Be  10-2,  H  2-5.  Another, 
from  Vilate,  near  Chanteloube,  gave  Damour  (Bull.  G.  Fr.,  II.  vii.  224)  Si  4o;61,  ^138-86,  3Fe  0-y4, 
Be  MU,  H  14.04=100-55,  corresponding  to  the  common  kaohn  formula  AlSi-+2H. 

255.  EUDIALYTE,    Eudialyt  Siromeyer,  Gel.  Anz.  Gott.  1819,  1998.    Eudyalite  improper 
orthography.    EukoUt  Scheerer,  Pogg.  Ixxii.  561,  1847.  Eucolite. 

Eliombohedral.  ^  A  Ii=12Q°  2d\  0  kB  (or  1)  =  14S°  38^  «=0-52793. 
Observed  planes  :  0  ;  prisms,  /,  i-2 ;  rhomboliedrons,  1  (or  E)^  f ,  4,  -8, 
-2,  -f  ;  pyramid,  |-2 ;  scalenoliedrons,  4^,  4'. 


234 


235 


6>  A  2=129'  22° 
6>A4=112  18 
6>  A  8=101  35 
(9a^-2=90 
6>A/=90 
^-2  A  4^=166  1 
^2  A  4=143  15 
4  A  4=73  30 
2  A  2=95  56 
/A^-2=150 


Cleavage  :  0  very  perfect,  R  imperfect ;  in  eucolite  i-2  perfect.  Also 
massive  reniform. 

ri=5-5.  G=2-9— 3-01 ;  2*9036,  Stromeyer ;  2-898,  Levy ;  2'906,  Damom-  ; 
3-007,  Eucolite,  Damour  ;  3*01,  id.,  Sclieerer.     Lustre  vitreous.  Color 
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rose-red,  bluisli-red,  brownish-red.  Streak  iincolored.  Translncent  to  sub- 
translucent.  Fracture  subconclioidal,  splintery.  Double  refraction  strong  ; 
axis  in  eudialyte  positive ;  in  eucolite  negative. 

Comp.— (I  iV+^Zr)  Sr=2  (R-)  Sr  4-Zr  Si^  Damour.  Analyses  :  1,  Pfaff(Schw.  J.,  xxix.  1); 
2,  Stromeyer  (Gilb.  Aim.,  Ixiii,  B79) ;  4,  Ramraelsberg  (Pogg.,  Ixiii.  142) ;  5,  Damour  (C.  R.  xliii., 
197);  G,  Scheerer  (Pogg.,  Ixxii.  561);  7,  Damour  (1.  c.) : 

Si      Zr      fa       Pe       Mu     Ca     IS^a    La     Ce     CI  H 

1.  Eudialyie  54.-10  U-58  7-S6      2'93  lO'SO  11-40  0*30  1-66,  Cu  0-92  =r 

101 -5 5  Pf. 

2.  "         53-33  11-10   6-75      2-06     9-78  13-82   l-OO  l-80zii99-68  Strom. 

3.  "         52-48  10-90    6-86      2*57   10-14  13-92    1-00   l-80  =  99-7l  Strom. 

4.  "         49-92  16  88   Fe  6-97  Mul-15  IMl  12-28    1-19  0  37,  K  0-65  = 

10()-52  Ramm. 

5.  "         50-38  15-60  0-35    "6-37    "  1-61     9-23  13*10    1-48  1-25=99-37  Dam'r. 

6.  Eucolite    47-85      14-05     Fe  8'24   "  1-94  12-06  12-81    2-98    0-94=100-37  Sch'r. 

L      "         45-70  14-22  2-35  Fe  6-83    "  2-35     9-66  11-59   1-11   2-49  1-11  1-83  =  99-24  Dam'r. 

Damour  obtained  for  the  oxygen  ratio  of  R,  R,  Si  in  both  eudialyte  and  eucolite  (the  fa  being 
ticluded  with  the  Si,  and  the  Ce  with  the  Zr  as  sesquioxyd),  2:1:  6,  corresponding  to  the  above 
A^rraula. 

Pyr.,  etc. — In  the  closed  tube  affords  water.  B.B.  ftises  at  2-5  to  a  light  green  opaque  glass, 
coloring  the  flame  yellow  (soda).  With  the  fluxes  gives  reactions  for  iron  and  manganese. 
With  muriatic  acid  gelatinizes,  and  the  dilute  acid  sohition  imparts  a  deep  orange  to  turmeric 
paper  even  after  the  iron  in  solution  has  been  reduced  to  colorless  protochlorid  by  bofling  with 
metallic  tin  (reaction  for  zirconia). 

Obs. — pjudialyte  found  at  Kangerdluarsuk.  n  West  Greenland,  associated  with  arfvedsonite  and 
sodahte,  or  imbedded  in  compact  white  feldspar;  the  crystals  are  usually  small,  but  sometimes  an 
inch  or  more  in  length.  First  named  Groulaudischer  Hyazinth  by  Trommsdorff",  Crell's  Ann.  i. 
433,  1801. 

Kucolite  is  from  islands  of  the  Langesund  fiord  hi  Norway,  where  it  occurs  in  hexagonal 
prisms  and  reniform  masses.  Eudialyte  has  been  reported  as  occurring  at  Magnet  Cove,  in 
Arkansas,  in  imperfect  rounded  crystals,  of  a  rich  crimson  to  peach-blofesom-red  color,  in  feldspar, 
with  eUeolite  (Shepard). 

On  cryst  see  B.  &  M. ;  also  Lang.,  Phil.  Mag.,  TV.  xxv.  436,  from  whose  paper  fig.  235  is  copied. 
The  name,  from  er,  easily,  and  SiaZro)^  to  divsolre,  alludes  to  its  cnsy  «olul)iIirv  in  acids.  Dis- 
covered bj  C.  Giesecke;  called  Gronlandischen  Hyazinth  by  Trommsdorff  in  Crell's  Ann.,  i.  433. 


256.  POLLUCITE.  Pollux  Breith.,  Pogg.,  Ixix.  439. 

Isometric.  Cubic,  with  trapezoliedral  planes,  like  analcime.  Cleavage : 
in  traces.  Massive. 

H.  =  6-5.  G.  =  2'901.  Lustre  vitreous  and  bright  on  surface  of  fracture, 
but  sometimes  dull  and  gum-like  externally.  Colorless.  Trans})arent. 
Index  of  refraction  for  the  red  rays  1*515,  blue  1'527 ;  no  double  refrac- 
tion ;  Descl. 

Comp.— Probably  (Xt'',  Al)  Si^  +  i  H,  iu  which  R=c8esium  mainly,  and  R^:  3cl=l:  2^.  Analy- 
sis: Pisani  (C.  R.,  Iviii.,  714): 

Si         ^1         3Pe         Ca         Cs         Xa,  Li  H 
44-03       15-97       0-68         0-68       34-07  3-88  2-40=101-71 

giving  the  oxygen  ratio  for  fi,  R,  Si,  H,  3*16  :  7-63  :  23-48  :  2-13.  Plattner  obtained  (Pogg.,  ixix 
443),  before  the  discovery  of  cjesium,  Si  46-20,  ^116-39.  Fe  0-86,  K  16-51,  Na  (with  a  little  Li), 
1()*43,  II  2-32  =  92-75;  and  Brush  shows  (Am.  J.  Sci,,  II.  xxxviii.  115)  that  if  the  ciesium  were 
mistaken  for  potash,  it  would  give  35-69  Cs,  and  reduce  the  soda  (if  obtained  by  diff"erence)  to 
1*72  p.  c,  and  that  thus  the  results  are  as  close  to  Pisani's  as  could  be  expected,  considering  tho 


250 


OXYGEN  COMPOOsDS. 


amount  of  material  used.    Plattner's  analysis  thus  changed  would  read  Si  46-20,  16*39, 
0-86,  Os  35-69,  Na  1-72,  H  2'32  =  103-]8. 

Pyr.,  etc. — In  the  closed  tube  becomes  opaque  and  yields  water.  In  the  forceps  whitens, 
fui«es  with  difficulty,  coloring  the  flame  yeUow.  In  muriatic  acid  slowly  decomposes,  with  a  sep- 
aration of  pulverulent  silica;  and  the  filtrate  from  the  siHca  gives  an  abundant  precipitate  of 
the  platin-clilorid  of  caesium  when  treated  with  bichlorid  of  platinum. 

Obs. — Occurs  in  the  island  of  Elba,  with  petahte  (castorite).  Named  from  Pollux  (the  genitive 
of  which  is  Pollucis),  of  heathen  mythology. 


II.  UNISILICATES. 

ARRANGEMENT  OF  THE  SPECIES. 


A.  Unisilicates  of  elements  mostly  in  the  protoxyd  (or  alpha)  state. 
1.  CHRYSOLITE  GROUP.    Orthorhombic ;  lAl=91°-95°:  0 A  l.i=124°-129°. 


Ratio. 

257.  FORSTERITE 

1:1 

Mg""  Si 

si||e,||Mg, 

258.  MONTICELLITE 

1:1 

a  Ca  +  iMg)^Si 

siiie^K^ea+iMg), 

259.  Chrysolite 

1:1 

(Sig,  FefSi 

Sil|e,||(Mg,Fe). 

260.  Fayalite 

1:1 

Fe^Si 

Si  lie, II  Fe2 

261. 

1:1 

(fFe+i(Mn,Mg))'^Si 

Si  ||e,||(|Fe  +  i(Mn,  Mg)), 

262.  Tephroite 

1:1 

I;Iu^Si 

Si  lie,  II  Mn2 

263.  Kxebelite 

1:1 

(iJNIn  +  iFefSi 

Si  Se^lKiMn  +  ^Fe)^ 

264.  Leucophanite 

a    (KCa,Na)  +  iBe)^Si  +  |Si 

Si||e,||(Kea,  Na.)  +  ^fie)2 

b    (|(0a,Na)  +  a]5e  +  iSii)^Si 

Si  l|e,|l  (t  (ea,Na2)+f  Be  +  fySi), 

265.  WonLERITE 

1:1  ? 

(f       ^Zr)Si  [+  ^(Fe,Mn)eb]  Si  ||0,||  (I  R+i  y  Zr),  +  A,  Q 

11.  PIIENACITE 

;  GROUP.  Hexagoual;  R  A  R=116°-ll7° 

266.  "WiLLEMITE 

1:1 

2n^Si 

Si||e4lZn9 

267.  Phenacite 

1:1 

ia-Si 

Silie^llfie^ 

268.  Meliphanite 

r=l:]l? 

(a(R^1Sy^Si^+!-Si 

Si  II  (e,  F)4||  (Na,,R,  m)2  +  i  Si  e' 

|Mf(S^Ji)+iSif)'^  Si' 

Sii(e,F),|l(t(Na2R,:R)  +  ^ySi)2 

III.  HELYITE  GROUP. 

Isometric ;  related  to  the  Garnet  Group. 

269.  IIelvite 

1:1  + 

(iR  +  4]5e)^Si[  +  i(Fe,Mn)S 

Si  ||e.,|aR  +  iBe)2  +  iQ 

270.  Danalite 

1:1  + 

(iR+iBe)^gi[  +  iZnS] 

Siie4||aR  +  ifie)2  +  iQ 

B.  Unisilicates  of  elements  in  the  protoxyd  and  other  states  combined ; 
rarely  of  elements  in  the  protoxyd  or  deiitoxyd  state  alone.  ^  Contain 
raa<rnesium  and  iron  in  the  series  of  basic  elements.    Colors  various. 
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IV.  GARNET  GROUP.  Isometric. 


Ratio. 

271.  Garnet  1:1:2 

A.  Grossdlarite 

B.  Pyrope 

C.  Almandite 

D.  Spessariite 

E.  Andeadite  a. 

B. 
0. 

F.  BREDBERaiTE 

G.  OUVAROVITE 


(KMg,Fe,Kr  +  iAl)2Si' 

(iCV  +  i(Fe,  'MfSi' 
(KCa,Mnf +  i(Fe,  Al)yiii' 
(i(Ca,  Yf +  iFe)2Si^ 


Si|e,||(ift+i/?R)2 

Si||e,||(KMg,  ¥e,ii)  +  iPAl)^ 
Si|ie4aFe  +  i/?Al)2 
Si||0,|i(HMu,I'e)  +  i/?i\:l), 
Si||e.||(iea+i/^(Fe,Al))o. 
Si||e,l|(i(€a,  Mu)  +  ii3{¥e,  Al))^ 
Silie.i(Hea,¥)  +  i/3Fe)2 
Si||e, a€a  +  i  Mg)  +  i/5Fe)s 
Silie,li(iea  +  i/?t^r)2 


Y.  YESUYIANITE  GROUP.  Tetragonal. 


212  Zircon 

273.  Yesuvianite 

274.  Melilite 


1:1 

3:2:5 
2:1:3 


ZrSi 

(KOa,Fef+|AlfSi^ 
(|(Ca,Mg,Naf +  K^l,^e)rSi^  SiHe.lKKfe, R)  +  y3{M,¥e))^ 


SiljOjIlyZra 

Sil|e,||(i(ea,Fe)  +  f/?Al), 


275.  ?Sphenoclasb  2:1:4 
YI.  EPIDOTE  GROUP. 

276.  Epidote  1:2:3 
A.  Koelbingite 

277.  PiEDMONTiTB  1:2:3 

278.  Allanite  1:1:2 

279.  MUROMONIITB 

A.  Bodenitb 

B.  MlCHAELSONITE 


280.  ZOTSITE 

B.  Saussurite 
281) A.  Jadeite 

281.  Partschinite 

282.  Gadolinite 

283.  mosandritb 

284  ILVAITE  A. 

B. 


1:2:3 

l:2:3i? 

1:2:6 

1:1:2 

1:1? 

1:2:3? 

3:2:5 

3:2:5  + 


Anisonietric ;  /A /not  120°,  nor 
(iCa;  +  f(Al,Fe)f  Si^ 

iCa^  +  f(Mn,  Fe,  Mf^[' 
i(Ce,  Fe,  R)^+i(^l,Fe)-gi^ 
Si,  Y,  Fe,  5 e,  Ce,  La 
§i,  Y,  Fe,  Ce,  La,  Ca,  ^1,  H 
Si,  Ca,  Ce,  Zr,  Se,  Fe,  Xa,  H 
aCa3  +  fa^l)^Si^ 
(i(Ca,Xar  +  |-Al)2gl3  +  iSi 
(iXa^  +  l-Alf  Si^+3§i 
(i(Mn,  Fe)^+i^lf  Si' 
gi,  Y,  Ce,  Fe,  Be 
Si,  Ti,  Ce,  La,  Di,  Ca,  [H] 
(IR'  +  I^ef  gi^ 
(|R'+|Fe)^Si^[+iFen] 


YII.  AXINITE  GROUP.    Triclinie.    Contain  Boron. 

285.  AxiNiTB  2:4:1:7      (f  Ca'+f  (Fe,Xl)+iBf  Si' 

286.  Danburitb        1:8:4        (iCa' +f Bj^Si' 

Yin.  lOLITE  GROUP.    Orthorhombic ;  /A/:=120°. 

237.  lOLiTE  1:3:5     U  (^Mg,  re)'  +  f  Al)2Si'  +  f  Si 

r=l:H   (&  (l(Mg,Fe)'+§Al  +  i§iif  Si' 


approximately  so. 
Siae.|l(iea+f/3(Al,  ¥e)), 

Si!|e,lKi-eaf|/3(Mn,  Fe,  ^l)), 
Si|ie,l|(KCe,  Fe,  R)+i/?(xy,Fe))s 


Si!ie,||(^Ca  +  |/?Al)2 
Si||e,||(iCa,  Xa,)  +  |/JAl)2+^Si 

si|ie,||(iXa,+f,5r^.i),+sie^ 

Si||e,l|(i(Mn,  Fe)+i/5Al}, 


SiiO.KKCa,  Fe)  +  |/iFe)2 
Si||e,|l(|(Ca,Fej+|/SFe).[+^Q] 


Si|ie,I(fea  +  |-/?(Fe,  Al)+i^Bjs 
Sil04(iCa+|/?B)2 


Si||e,Iia'Mg,Fe)^i^Al).,+iSie^ 
SillCKKMg,  Fe)+f/?AJ+i;Si), 
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IX.  MICA  GROUP.    Plaue  angle  of  base  of  prism  120°;  the  forms  either  hexagonal  or  ortho- 
rhombic. 

Ratio. 

288.  PHLOGOPrrEA.   T:4:ll        (-fr(Mg,  K)^  +  -n-*l)'Si^  Sii04i(-iMK2,Mg)  +  Tif /^Al)^ 

B.   2:1:3         (f  (Mg,  K^+^a^lf  Si^  Siie,i(f(K„  Mg) +  i^Al)2 

289  BiOTiTE  1:1:2         i(Mg,  K)3  +  i(Al,  Pe)-Si3         Sii04i(i(K2,  Mg)  +  i/?(Al,  Fe))^ 

290.  LEProOMELANE    1:3:4         i(Fe,  Iklg,  K)='+f(Al,  Pe)^Si''     Si|04|(i(K2,  Fe,Mg)+f(Al,Fe))a 

291.  Annite  1:2:3         i(Fe,  K)^  +  |(^l, l^ef  Si^  Sil|e4i(i(K2,  Fe)  +  f  iff(Al,  Fe))^ 

292.  ASTEOPHYLLITE  10:3:4:17     (i*il'+t\-fi+-i.(Ti,  Zr)t>Si3  Silie4i(lKR2,  R)  +  A  /^R  +  1^7 

y(Ti,Zr)), 

a  (S^,  Rf  Si^  +  f  Si  Si|04D(Ko,Mg,/?(Al,Fe))2  +  iSie' 

&  (t  (R»,  fi)  +  i  Sil)^  Si«  Siie4i(t(K„Mg„5(Al,Fe))  +  ^ySi) 

a  Si^  +  f  Si  Si||e4i(K2,Li2,Mn,/?Al)2  +  iSie' 

&  (H^i^fi)-^-iSii)'Si'  6il|04i(KR2,  Mn,  /5Al)2  +  i  ySi), 

a  (R^^{)-Si^  +  3Si  Si|e4i(K2,  Lio,  Fe, /?A1)2+Si0^ 

6  (f  ((K,  Li,  Fe)^  Xl)  +  i  Sil)'^  Si^    61104 KKK^.Li^.Fe./JAl)  +  ^  ySi)a 


293.  MUSCOVTTB  r=l:li 

294.  Lepidolite  r=l:li 

295.  Cetophyllite  r=l:2 


C.  Unisilicates  of  elements  in  the  protoxycl  and  other  states  combined. 
The  series  of  basic  elements  inchiding  calcium,  barium,  sodium,  and  the 
other  alkaline  metals,  and  not  iron  or  magnesium  (these  latter  occurring 
onlj^  in  traces  and  abnormally). 


X.  SCAPOLITE 
but  mostly  1 

296.  Sarcolite 

297.  Meionite 

298.  Paeanthite 

299.  Weknterite 


300.  Ekebergite 

301.  Mizzonite 

302.  DiPYRE 

303.  Marialite 


G-ROUP.  Tetragonal.  0.  ratio  for  protoxyds  and  sesquioxyds  1  :  1  to  1 :  3, 
:  2. 


1:1:2  (i  {-h  Ca+fo-  Na)=  +  i  ^1)^  Si^ 

1:2:3  (i^  Ca  +  -h  Na)^  +  f  ^1)^  Si^ 

1:3:4  (iCa^+|3^1f  Si' 

1:2:4  j a  (i (Ca,  Na)^  +  f  Alf  Si^  +  Si 

r=l:H  U  (HCa,Xa)'  +  ^^l  +  |Sit)^Si^ 
1:2:4^   fa  (i (Ca,  Kaf  +  f  Al)^ Si' + 1 Si 


r=l:H  l&  (l-|(Oa',Na',  Al)+-,a5- Sitf  Si' 
l:2:5i   fa  (i(Ca,  Xa)'  +  f  Alf  Si'  + 2JSi 

^=  1:  111  &  (T,^.-(Ca,Xa)'  +  M  ^1  +  -ASit^gi 
1: 2: 6     (  a  (1  (Ca,  Xa)'  +  f  Al)^  §i'  +  3  gi 
r=l:2  '|6(|(Ca,Na)'+|Al  +  fSii)'^Si' 
1: 2: 6     U  .(i  (Xa,  Ca)'  +  f  Al)^  Si'  +  3  Si 
1=1:2  1  I  a(^>Ca)'+-^Al  +  t§il)^Si' 


Siie4i(i(A-Oa  +  i-VNa^)  +  i/JAl), 
Siie4l|(i(-f^  ea  +5^NaO  +  f  /?Al)a 
SiiO4||(i0a+f/3Al)2 
Si|e4i(Ki^a2,  -Ga)  +  f  ^^l)2+i  Si 

Si|e4i(f  (Na2,ea)  +  f /?A1  +  i  ySi), 
Siie4||(i(Na2,  ea)+t/iAl)2+iSi 

e» 

Si||e4i(||(Na2,  ea,  /?A1)+  h  >Si), 
Si||e4|U(ea,  Na2)+f /?Al)2+f  Si 

SiI|e4i(IK^a,  Na^,  /?A1)+  ,^3ySi)3 
Si|104||(K€a,Na2)+^/?Al)2+SiO' 
Si|ie4||(f(ea,Na2)+f/?Al+iySi)u 
Silie4|(KNa2,€a)+^/?Al)2+Sie« 
Siie4i(|(Na2,€a)+f,iAl+t)Si)j 
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XI.  NEPHELITE  GROUP.    Hexagonal.    0.  ratio  for  proioxyds  and  sesqnioxyds  1  :  3. 


Ratio. 

304.  NEPHELITE     1:3:4^        (i:(Na,  Kf +  f  Xl)^Si^+|Si  Si||e,ji(i(JTa2,  K.2)+f /?Al)2  +  i  S; 

(A-(Xa,  K/+|f  ^l+ffSitrSi^    Siie.K  A,  (Na.„  K,)  +  \}/3M  +  -,^ 

ySi). 

XII.  LEUCITE  GROUP.    Monometric.    0.  ratio  for  protoxyds  and  sesquioiyda  1  :  3. 

Siie4l|(iNa2+iMl)2+iNaCl 


305.  SODALITE        1:3:4+  (i Xa^  +  J 3^1)- Si' [  +  i Na CI] 

306.  Lapis  Lazuli 

307.  Hauynite      1:3:4+  (iXa='+|3tl)2Si'[+CaS] 

308.  NosiTE  1:3:4+  (i  ISV  +  f  ^1)- Si' [  +  i  Na  S] 

309.  Leucite 

r 


1:3:8  (  a  (iK'+f  ^If  Si^S  Si 
r=l:2   (&aK'+|^l  +  §Si2)^Si^ 


si||e,iafe+f/?Ai)2+iQ 

Si||e,||(iNa2  +  f/?Al)2  +  ^Q. 
Si|ie4|I(iK2  +  f.5::^l)2  +  SiO^ 

siie,||(iK2+f/?M+tySi)2 


XIII.  FELDSPAR  GROUP.    Monoclinic  or  triclinic.    0.  ratio  for  protoxyds  and  sesquioxyda 


(jCa^_^|3cl)^Si' 
'a(i(Ca,Na)3  +  f^l)H|Si' 


1 :  3. 

310.  Anorthite  1:3:4 

311.  Labradorite  1:3:6 

r  =  1:  H  1^  J     (Ca,  Na)^  +  f  ^1  +  i  Sif)^  Si' 

312.  AM5ESITE       1:3:8    j  a  (i (Ca, Na)' +  f  ^1)' Si' +  3  Si 

r-.l:2   (6  (KCa,Na)'  +  |^l  +  tSil)'^Si' 

313.  Hyalophane  1: 3: S     ia  {i  (Ba,  K)'  +  f  'Alf  Si'  +  3  Si 

1=1:2   (&  a(Sa,K)'  +  |^l  +  |SitfSi' 
(a  a  (Ca,  Na)'  +  f  ^If  Si'  +  3f  Si 
814.  Oligoclase    1:3:9  J 

r=l:2i| h  ( ,2-3  (Ca,Na)^+-^- ^1)  +  MfSi' 

315.  Albite  1 :3: 12   (  a  (i  Na'  +  f  ^1)^  Si'  +  6  Si 

r  =  l:3  jfe  (iNa^  +  |Xl  +  |Sit)^Si' 

316.  Orthoclase    1:3:12  j  a  (iK'  +  f  ^If  Si'  +  6Si 

r=l:3   j6(iK'  +  |^l  +  ^Sit)2Si^ 


Sii|e4i(iea+fA:i)2 

Sife^lKi  (ea,Na2)  +  f  /?A1)2  +  i  Si 

Siie4||(Kea,Na2)  +  f/?Al+iySi)2 
Silie,||(i(ea,Na2)  +  f /?A1),  +  SiO^ 
Si||e.|(i(ea,Na.)  +  t/?.^l  +  |ySi), 
Si||e,||(i  (fia,K2)  +  f  ^Al)2  +  SiO, 
Si||e4i(i  (Ba,K2)  + 1  ^Al  + 1  ySi)2 
SiI|04|i(i(ea,Na2)+f /?A1)2  +  li 
SiOs 

Siie4l|(f3(ea,Na.)  +  -A/?Al+,^3 
ySi)a 

Si||04i(iNa2  +  f/?Al)2+2SiO^ 
Si||e4||(iNa2  +  |/?Al+AySi)2 

si||e4||(iK2+|/?Ai)+2Sie^ 

Silie4i(iK2  +  |/?Al  +  |ySi)2 


Appendix, 


317.  Eulytite. 


318.  Atelestitb. 


In  the  preceding  table  the  column  of  ratios  contains  the  oxygen  ratios  for  the  proioxijds  and  silica 
or  the  deutoxyds  and  silica,  where  no  sesquioxyd  bases  are  present,  as  in  the  first,  second,  and  third 
groups,  and  species  282  :  for  the  protoxyds,  sesquioxyds,  and  silica,  where  the  bases  include  elements 
in  each  of  these  three  states,  as  in  all  the  other  groups.  In  species  285,  the  ratio  is  for  the  prot- 
oxyds, sesquioxyds,  tritoxyds,  and  silica. 

The  letter  r  (species  2ti8,  287,  293,  etc.)  signifies  oxygen  ratio  between  the  bases  and  silica. 
This  ratio  is  stated  only  when  the  silica  is  in  excess  above  that  of  the  unisilicate  type,  and  it  ex- 
hibits the  amount  of  that  excess.  Q  is  used  in  the  second  column  of  formulas  for  any  accessory 
constituents  not  sihca ;  its  value  in  each  case  may  be  derived  from  the  part  of  the  corresponding 
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foTTnula  Ln  tlie  first  column  which  is  in  brackets.  In  species  265  it  stands  for  (Fe,  Mn)Ob  in 
28iB,  for  PcH  ;  and  so  on. 

Examples  of  an  excess  of  silica  occur  in  many  of  the  above  groups ;  namely,  the  Chrysolite 
group,  m  leucophanite ;  Phenacite  group,  in  meliphanite ;  the  Epidote  group,  in  jadeite  and  per- 
haps in  saussurite ;  the  lolite  group  ;  the  Mica  group,  in  muscovite,  lepidolite,  and  cryophyllite ; 
Scapolite  group,  in  wcrnerite,  ekebergite,  mizzouite,  dipyre,  marialite ;  Nephehte  group ;  Leucite 
group,  in  leucite ;  Feldspar  group,  in  all  the  species  excepting  anorthite. 

It  has  been  shown  that  this  excess  of  siHca  is  often  oonnected  directly  with  the  alkaline  nature 
of  the  base,  and  increases  with  increased  alkahnity,  as  if  the  former  were  determined  by  the  latter. 
The  follo^ving  are  the  ratios  between  the  non-alkaline  and  alkaline  portions  of  the  base  in  the 
above  mentioned  groups,  as  decided  from  the  mean  of  the  analyses,  together  with  the  ratios  for 
the  bases  and  silica : 


Bases 

Silica 

Non-alk.  Alk. 

Chrysolite  Gr.- 

-Chrysolite,  etc. 

1 

:  1 

aU  non-alk. 

Leucophanite 

1 

:  n 

:  1 

Phexacite  Gr. — 

Phenacite,  etc. 

1 

:  1 

all  non-alk. 

Meliphanite 

1 

:  li 

6 

:  I 

Epidote  Gr.  

Epidote 

1 

;  1 

all  non-alk. 

Zoisite 

1 

:  1 

all  non-alk. 

Saussurite 

1 

:  n 

6 

:  1 

trade  ite 

1 

:  2 

1 

:  2 

Mica  Gr. — 

Astrophyllite 

1 

•  1 

6 

:  1 

Phlogopite 

1 

1 

3 

:  1 

Biotite 

1 

1 

3 

•  1 

Lepidomolane 

1 

1 

2-1 

•  1 

Muscovite 

1 

1 

2-6 

Lepidolite 

1 

H 

1 

3-12 

Cryophyllite 

1 

.  2 

1 

2i 

1 

9 

1 

Melon  ite 

1 

1 

10 

1 

Paranthite 

1 

1 

aU  non-alk. 

Wernerite 

1 

li 

4 

:  1 

Ekebergite 

1 

H 

2i 

1 

Mizzonite 

1 

If 

Dipyre 

1 

2 

1 

•  1 

Marialite 

1 

2  (or  21) 

1 

2 

Nephelite  Gr. — 

Nephelite 

1 

:  U 

Leucite  Gr. — 

Sodalite 

1 

1 

all  soda. 

Leucite 

1 

2 

all  potash. 

Feldspar  Gr. — 

Anorthite 

1 

1 

aU  non-alk. 

Labradorite 

1 

H 

2 

1 

Hyalophane 

1 

2 

1 

Andesite 

1 

2 

1 

1 

Oligoclase 

1 

2i 

1 

2 

Albite 

1 

3 

all  alk. 

Orthoclase. 

1 

3 

aU  alk. 

In  each  of  the  groups  in  this  table  the  increase  in  the  proportion  of  silica  is  accompanied  with 
an  increase  in  the  proportion  of  alkahes.  lohte  is  an  exception,  as  it  contains,  according  to  the 
analyses  hitherto  made,  no  alkalies.  Sphenoclase  (No.  275)  is  another,  but  the  mineral  is  uncrys- 
tallized,  and  it  is  too  little  known  to  be  considered  in  this  connection. 

The  two  formulas  a  and  6,  for  the  species  containing  this  excess  of  silica,  are  those  explained 
on  page  204,  the  Jir.st  making  the  excess  accessory  silica,  the  second  making  half  of  the  excess  basic. 

In  connection  with  the  descriptions  of  the  species  beyond,  only  the  formulas  of  the  first  of  the 
two  kinds  aire  given  in  fuU. 
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257.  FORSTERITE.    Levy,  Ann.  PhiL  II.,  vii.  50,  1824.    Peridoto  bianco  Scacchi,  Distrib. 
Sist.  Min.,  63,  Napoli,  1842.    White  Olivine.    Boltonite  SJiep.,  Min.,  i.  78,  1835. 

Ortliorliombic.  Form  and  angles  as  in  cliiysolite.  Observed  planes  :  0 ; 
vertical,  i-i,  I,  i-2,  ^'-f,  ;  domes,  l-I,  l-i,  ^-i ;  octahedral,  1,  1-2,  |-|. 
Cleavage :  i-l  and  0.  In  attached  crystals.  Also  in  imbedded  imperfect 
crystals,  grains,  or  masses. 

H.  =  6 — 7.  Gr.  =  S'21 — 3*33.  Lnstre  vitreous.  Transparent — translucent. 
Color  white,  yellowish-white,  wax-yellow,  grayish,  bluish-gray,  greenish ; 
sometimes  becoming  yellowish  on  exposure  when  not  in  distinct  crystals. 
Streak  uncolored. 

Var.— 1.  Forsterite,  white  crystals  from  Vesuvius,  H.  =  7;  0-.  =  3.243,  Rammelsberg.  2. 
Boltonile,  imbedded  mineral  of  other  tints,  from  Bolton,  etc.,  Mass. ;  H.  =  6— 6-5,  Gr.=3. 203— 3-323, 
Smith  ;  3*21,  Breith. 

Oomp. — Mg^  Si  =  Silica  42-86,  magnesia  57'14  =  100.  Analyses:  1,  Rammelsberg  (Pogg., 
cLs:.  568 j ;  2,  J.  L.  Smith  (Am.  J.  Scl,  11.  xviii.  372) ;  3,  G-.  J.  Brush  (ib.,  xxvii.  395) : 


Si 

^1 

iSlg 

Ca 

Fe 

ign. 

1. 

Forsierite  42-41 

53-30 

2-33 

 =  98-04  Eamm. 

2. 

Boltonite  (|)  42-31 

0-17 

51-16 

2-78 

]-90=  9-^-32  Smith. 

3. 

"  42-82 

tr. 

54-44 

0-85 

1-47 

0-76  =  100-34  Brush. 

P3rr.,  etc. — B.B.  unaltered  and  infusible.  Boltonite  gives  traces  of  moisture  in  the  closed 
tube  and  becomes  colorless.  Decomposed  by  muriatic  acid  with  separation  of  gelatinous  silica  in 
both  forsterite  and  boltonite. 

Obs. — Forsterite  occurs  in  implanted  crystals,  -with  spinel  and  augite  at  Vesuvius.  Boltonite 
is  disseminated  through  a  wliitish  crystalline  limestone,  at  Bolton,  Mass. ;  also  at  Rox- 
bury  and  Littleton.  Mass. ;  its  imbedded  masses  or  crystals  are  often  over  an  inch  through,  and 
rectaugular  in  section.  Part  of  the  boltonite  is  altered,  and  thence  softer  and  hydrous,  with  the 
composition  of  villarsite  (p. — ). 

On  cryst.,  B.  &.  M.,  Min.,  318 ;  Hessenberg,  Min.  Not.,  No.  I.,  22. 

Forsttrite  was  named  by  Levy  after  Mr.  Forster,  a  patron  of  mineralogy. 

Artil — Artificial  magnesia-chrysolite  has  been  made  by  Ebelmen,  by  fusing  together  in  a  por- 
celain furnace  a  mixture  of  silica  and  magnesia,  with  carbonate  of  potash,  or  boric  acid. 

TiTAXiFEROUS  CHRYSOLITE.  A  massivc,  reddisli-browu  mineral  from  the  talcose  schist  of 
Pfunders  in  the  Tyrol,  having  some  resemblance  to  boltonite,  and  G-.  =  3-25.  Contains,  accord- 
ing to  Damour  (Ann.  d.  M.,  IV.  viii,  90),  3-5  to  5-3  of  titanic  aci4  with  6  p.  c.  of  protoxyd  of  iron. 
For  analyses  see  Xos.  1  and  2  on  page  257. 

The  condition  of  the  titanium  has  not  been  satisfactorily  ascertained.  There  is  a  deficiency 
of  silica  which  it  may  supply.  But  if  it  exists  in  the  miueral  as  titanic  iron,  the  rest  is  a  mag- 
nesian  chrysolite,  Kke  boltonite,  with  but  little  Fe  replacing  Mg. 

258.  MONTICELLITE.    BrooTce,  Ann.  Phil.,  1831.    Batrachit  Breith.,  Char.,  307,  1832. 

Orthorhombic,  and  isomorphous  with  chrysolite.    Occurring  planes, 
^'-2,  /,  1-^,  2-2.    In  crystals.    Also  massive,  with  two  cleavages  inclined  to 
one  another  115"^,  and  another  diagonal  to  this  angle. 

H._=5  — 5-5.  G.  =  3'03  — 3'25,  Lustre  vitreous,  slightly  resinous  in  the 
massive  variety.  Colorless,  yellowish-gray,  pale  greenish-gray,  and  whitish. 
Streak  nncolored.  Transparent  to  translucent.  Fracture  more  or  less 
conchoidal. 


Var. — (1)  MonticeUite,  in  colorless  to  yellowish-gray  crystals,  from  Vesuvius;  Gr.=3*119— 
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S-245.  (2)  Batj-achite,  cleavable  massive,  of  a  pale  greenish-gray  color,  or  whitish;  G.=:3  038 
Breith. 

Comp.— (I  Ca  +  ^  Mg)-  gi=Silica  38-5,  Hme  35'9,  magnesia  25-6=100.  One-eighth  of  the  Mg 
is  replaced  by  Fe.    Analyses:  1,  "Rammelsberg  (Pogg.,  cix.  569);  2,  id.  (Pogg.,  ii.  446): 


1.  MonticelUte 

2.  Bairacliite 


Si 
37-89 
37-69 


Fe 
5-61 
2-99 


Mg 
22-04 
21-79 


Oa 

34-  92 

35-  45 


ign. 

 =100-46  "Ramra. 

1-27  =  99-19  Ramm. 


Pyr.,  etc. — B.B.  rounded  only  on  the  edges.  Soluble  in  dilute  muriatic  acid  to  a  clear  solution, 
which  on  heating  gelatinizes. 

Obs. — Monticellite  occurs  in  crystals  imbedded  in  granular  limestone  with  mica  and  augite,  on 
Mt.  Somma.  Bairacliite  is  found  in  small  masses  containing  black  spinel,  at  INIt.  Rinzoni  in  the 
Tyrol. 

MonticelUte  was  named  after  the  Itahan  mineralogist,  Monticelli :  Bairacliite  from  Sirpa  ^oc^  frog 
in  allusion  to  the  color. 


259.  CHRYSOLITE.  Smaragdus?,  Beryllus?,  pt.  Fe^.  Topazos  ?  pt.  P/m.  Not  Chrysolithus 
[=Topaz]  Plin,^  xxxvii.  42.  Chrysolit,  Gemma  pellucidissima  colore  viridi  subflavo  in  igne 
fugaci  (description  also  says  quadrangular,  infusible,  etc.),  Wall.^  Min.,  118,  1747.  Peridot 
ordinaire  [not  the  Oriental]  cPArgenville,  Orykt.,  161,  1755,  Gulgrun  Topas  =  Chrysolit  Cronsi., 
Min.,  43,  1758.  Chrysolite  ordinaire  de  Lisle,  Crist.,  230,  1772,  ii.  271,  1783  [not  Peridot  de 
Ceylan=  Tourmaline  ib.,  ii.  346].  Krisclith  Wern.,  Bergm.  J.,  373,  1789  +  Olivine  (fr.  basalt) 
[=Chrysohte  des  Volcans  Faujas,  Vivarais,  1778.]  Wern.,  ib.,  55,  1790.  Peridot  K,  Tr,,  iii. 
1801.  Hyalosiderit  Walchner,  Schw.  J.,  xxxix.  65,  1823.  Glinkit  Eomanovski,  Bergjournal 
Euss.,  Oct.  1847;  ident.  with  Chrysolite,  Beck,  Verh.  Min.  Ges.  St.  Pet,  244,  1847. 


Orthorliombic. 
i-0729. 


I A  7=94°  2';  0  A  l-^=128°  28' ;  a:h:  c=l-2588  : 1 


0  A  1-2=125°  45'. 
6>  A  1=120  10 
0  A  |-i=114  48 
0  A  J-?=149  36 

236 


0  A  l-z=130°  26i' 

1  A  1,  mac,  =  107  45 
1  A  1,  br.,=101  32 

^-^,=:130  2 
237 


i2 


i-i  A  i-i 
i-l  A  1-2 
i-i  A|-z=119  12 


ov.  a, =108°  51' 
,  ov.  i-t,=123  34 
=  137  21. 


0 

\-l 

1-T 

1-2 

I 

l-l 

i-l 

I 

i-i 

2-1 
i-l 

Observed  Planes. 

Cleavage  :  i-i  rather  distinct.  Massive  and  compact,  or  granular ;  usually 
in  imbedded  grains. 

H.  =  6— 7.  G.  =  3-33— 3*5.  Lustre  vitreous.  Color  green — commonly 
olive-green,  sometimes  brownish,  grayish-red,  grayish-green.  Streak 
usually  uncolored,  rarely  yellowisli.  Transparent — translucent.  Frac- 
ture conchoidal.    Double  refraction  positive;  obtuse  bisectrix  normal  to  i-i. 

Oomp.,  Var.— (Mg,  Fe)=  Si,  with  traces  at  times  of  Mn,  Ca,  ]S5"i.  The  amount  of  Fe  varies 
much.    When  there  are  9  Fe  to  50  Mg  (anal.  5,  7),  the  ratio  of  Fe  to  Mg  is  1 :  10 ;  when  16  Fe 
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to  44  ^Ig  (anal.  22)  nearly  1:5;  when  22|  Fe  to  39       (anal.  26)  nearly  1:3;  .when  28^  Fe  to 
Mg,  as  in  hyilosidente,  the  ratio  is  1  : 2,  and  the  special  formula  f|-Mg+^Fe)^Si,  or  2Mg'^ 
Si  +  Fe'^^Si.    This  species  is  ordinarily  divided  into 

1.  Precious.  Of  a  pale  yellowish-green  color,  and  transparent,  so  as  to  be  fit  for  jewelry ;  G.~ 
8*441,  ;^>'85 1 4.  Occasionally  seen  in  masses  as  large  as  "  a  turkey's  egg,"  but  usually  much  smaller. 
It  has  long  been  brought  from  the  Levant  for  jewelry,  but  the  exact  locality  is  not  known.  Well- 
defined  crystals  of  chrysolite  an  inch  across  are  very  uncommon.  The  proportion  of  iron  to  mag- 
nesia may  be  either  smaU  or  large,  as  in  the  fohowing. 

•1.  Common;  Olivine  of  Werner.  Dark  yellowish-green  to  ohve- or  bottle-glass-green;  Qc.— 
3-334,  fr.  Etna.  Commonly  disseminated  in  basalt  and  lavas,  in  grains,  and  also  at  times  in  large- 
masses  having  a  rectangular  outline,  showing  that  they  are  crystals,  although  made  up  apparently 
01'  grains  ;  these  masses  sometimes  weighing  30  lbs.    Also  constituting  rocks. 

Giinkiie  is  pale-green  chrysolite  from  talcose  schist;  G.  =  3-39— 3-43,  Herm.  ffyalosiderite  is  a 
very  ferruginous  kind  (anal.  27) ;  the  specimen  analyzed  was  partially  decomposed,  being  irides- 
cent and  submetalhc  in  lustre. 

Analyses:  1,  2,  Damour  (Ann.  d.  M.,  Y.  viii.  90);  3,  Genth  (Ann.  Ch.  Pharm.,  Ixvi.  20);  4,  id. 
(Am.  f.  Sci.,  II.  xxxiii.  199);  5,  Manice  (ib.,  xxxi.  359);  6,  1,  Stromeyer  (Gel.  Anz.  Gutt.,  1824, 
208;  Fogg.,  iv.  193);  8,  Walmstedt  (Ak.  H.  Stoekh.,  1824,  ii.  359,  and  Schw.  J.,  xliv.  25);  9, 
Hauan  (Verb.  G.  Reichs.,  18G7,  71);  10,  Kjerulf  (J.  pr.  Ch.,  Ixv.  187);  11,  Renter  (ZS.  G.,  xvi. 
3  42  );  12,  Madelung  (ib.);  13,  Waltershausen  (Vulk.  Gest.,  117);  14,  Eammelsberg  (Min.  Ch., 
438);  15,  Walmstedt  (1.  c.) ;  16,  Stromeyer  (1.  c);  17,  Kalle  (Ramm.  Min.  Ch.,  438);  18,  Damour 
(BuU.  G.  Soc,  II.  xix.  414);  19,  Eammelsberg  (1.  c);  20,  Walmstedt  (I.e.);  21,  Deville  (Et 
Geol.  Canaries);  22,  Lappe  (Pogg.,  xliii.  669);  23,  Schmid  (Pogg.,  Ixxxiv.  501);  24,  W.  v.  Bed 
(Verb.  Min.  St.  Pet.,  1847);  25,  Domeyko  (Ann.  d.  M.,  IV.  xiv.  187);  26,  T.  S.  Hunt  (Am.  J 
Sci.,  II.  xxix.  283) ;       Walchuer  (Schw.  J.,  xxxix.  65) : 


Si 

Fe 

Mn 

1. 

Pfunders,  inh.-rd. 

36-30 

6-00 

0-60 

2. 

u  u 

36-87 

6-21 

0-60 

o 

Hecla 

43-4i 

6-93 

4. 

Webster,  N.  C,  gnh.  (|)  41-17 

7-35 

5. 

Thetford,  Vt. 

40  75 

9-36 

6. 

Yogelsberg 

40-09 

8-17  Me 

I  0-20 

1. 

Oriental  Chrysolite 

;i9-73 

9-19  " 

0-09 

8. 

Iser^viese 

41-54 

8-66 

0-25 

9. 

Norway,  a  rock 

37-42 

8-88 

0-17 

10.  Eifel,  ivine-yw. 

42-21 

8-91 

11. 

Dun  Mtn.,  Dunyte 

42-80 

9-40 

12. 

42-69 

10-09 

13. 

Etna 

41-01 

ltr06 

14.  Petschau 

44-67 

10-76 

15. 

Pallas  meteorite 

40-83 

11-53 

0-29 

16. 

 ?  meteoric 

38-25 

11-75 

0-11 

17. 

Vesuvius 

40-35 

12-34 

18. 

Lake  Lherz 

40-59 

13-78 

1-60 

19. 

Carlsbad 

39-34 

14-85 

20. 

Mt.  Somma 

40-08 

15-26 

0-48 

21. 

C.  Verdes,  Fogo  I. 

40-19 

15-27 

2-27 

22. 

Greenland 

40-0() 

16-21 

0-55^ 

2:3. 

Atacama,  meteoric 

36-92 

17-21 

1-81 

24. 

Glinkite 

(?)  39-21  17-45 

25. 

Antuclo,  Chili 

40-70 

19-60 

26. 

Near  Montreal 

37-17 

22-54 

27. 

Hyalosiderite 

31-63  29-7  iMn  0-48 

Mg 

49-  65, 

50-  14, 
49-31, 

49-  16, 

50-  28 1 
50-49, 
50-13, 
50-04, 

48-  22, 

49-  29, 
47-38, 

46-  90, 

47-  27, 
41-84, 
47-74, 
49-68: 
46-70: 

43-  13: 
45-81: 

44-  22, 
35-70, 
43-09, 

43-  16  = 

44-  (i6: 
39-70: 
39-68  = 
32-40, 

"With  some  NL 


Ti  5-30,  H  1-75  =  99-80  Damour. 
Ti  3-51,  H  1-7 1  =  99-04  Damour. 
Al  tr.,  m  0-32,  Co  ^?-.  =  100  Genth. 
Ca  0-04,  Ni  0-41,  gangue  1  "23,  ign.  0-69 

=  10('-05  Genth. 

=  100-36  Manice. 

3cl0-19,  Ni  0-37  =  99-51  Stromeyer. 
Al  0-22,  Ni  0-32  =  99-68  Stromeyer. 
^1  0-06=100-55  Walmstedt. 
Al  0-10,  Ni  0-23  ign.  4-71=99-7  3llauan- 
Al  0-18,€r  0-004,  ign.  ()•  12  =  1 00-72  Kj'lf. 
Ni.  Co,  Na,  tr.  II  0-57  =  100-15  Renter. 
Xi  tr.,K  0-49  =  100-17  Madelung. 
Al  0-64,  Ni  0-20,  H  1-04=100-22  Walt. 
^1  0-23  Ca  2-35  =  99-85  Ramm. 
Al  tr.,  Ca  ^r.  =  100-39  Walmstedt. 
=  h9-79  Stromeyer. 
=  99-39  Kalle. 
=  99-05  Damour. 
=  100  Rammelsberg. 
Al  0  18  =  100-24  Walmstedt. 
Al  (j-80,  Ca  5-12  =  99-35  Deville. 
Al  0-06  =  99-91  Lappe. 
=  99-10  Schmid. 
=  100-72  Beck. 
=  1 00  Domeyko. 
=  99-30  Hunt. 

Al  2-21,  K  2-79,  Cr  ^r.=99-23  Walcbner. 


Berzehus  detected  oxyd  of  tin  in  the  olivine  of  the  Pallas  meteorite ;  Rummler  a  trace  of  arse- 
nous  acid  A.  Erdmann  found  a  trace  of  fluorine  in  that  of  Elfdalen,  and  of  Tunaberg.  Walch- 
ner  obtained  in  anal.  20  0-330  grms.  of  Fe  (out  of  1-040  grms.  under  analysis),  from  which  he 
deduced  30-9  grms.  of  Fe,  or  29-71  p.  c. 

Pyr.,  etc. — B.B.  whitens,  but  is  infusible ;  with  the  fluxes  gives  reactions  for  iron.  Hyalosi- 
derite and  other  varieties  rich  in  iron  fuse  to  a  black  magnetic  globule.    Some  varieties  give  re- 
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actions  for  titanic  acid  and  manganese.  Decomposed  by  muriatic  and  sulphuric  acids  Avitli  separa 
tion  of  gelatinous  silica.    G.  before  ignition,  H'ob9;  after,  3*378. 

Ob.s. — A  common  constituent  of  some  eruptive  rocks;  and  also  occurring  in  or  among  metar 
morphic  rocks,  with  talcose  schist,  hypersthcne  rocks,  and  serpentine;  or  as  a  rock  formation; 
also  a  constituent  of  many  meteorites.  The  eruptive  rocks,  basalt  and  basaltic  lava,  consist  of 
chrysolite  (the  variety  olivine),  along  with  labradorite  or  other  feldspar,  and  augite.  Though 
usually  in  grains,  it  is  sometimes  in  rectangular  masses  several  inches  thick. 

A  chrj^soiite  rock  occurring  at  L.  Lherz,  consisting  largely  of  chrysolite.  haS  been  called  Lherzolyte 
(See  p.  147,  under  Spixel).  The  dunyie  of  F.  v.  Hochstetter  (ZS.  G.  Ges.,  xvi.  341 )  is  tlie  same  rock, 
accorduig  to  Sandberger.  The  latter  has  a  grayish-green  color,  and  greasy  and  vitreous  lustre,  with 
G.  =  3-295,  and  occurs  with  serpentine  rock  in  Dun  Mtn.,  near  Nelson  in  New  Zealand.  Another 
similar  rock  from  Moravia,  caUed  picryte,  cousists  half  of  chrysolite,  along  with  feldspar,  diaUage, 
hornblende,  and  magnetite.  Another  from  Norway  (called  OLivinfeh  in  German,  or  olivine  rock)  haa 
very  nearly  the  composition  of  pure  chrysolite  (anal.  9);  G.  =  ;-j-24— 3  32,  Kjerulf  (1.  c);  granu- 
lar in  texture  ;  of  olive  to  bottle-green  color  ;  it  contains  some  talc,  tremolite,  and  bronzite. 

Occurs  m  eruptive  rocks  at  Yesuvius,  Sicily,  Hecla,  Sandwich  Islands,  and  most  volcanic  isl- 
ands or  regions ;  at  Expailly  in  Auvergne ;  at  Unkel,  on  the  Rhine,  crystals  several  inchef 
long ;  at  Kapfenstein  in  Lower  Styria,  in  spheroidal  masses  ;  at  Sasbach  and  Ihringen  in  Kaiser- 
stulil,  Switz. ;  near  Freiburg,  Baden,  in  dolerite,  a  variety  containing  much  iron  (hyalosider- 
ite) ;  in  Thetford  and  Norwich,  Vermont,  in  boulders  of  coarsel}''  cryst,  basalt,  the  crystals  or 
masses  several  inches  through  ;  in  dolerite  or  basalt  in  Canada,  near  Montreal,  at  Rougemont  and 
Mounts  Royal  and  MontarviUe  (anal.  26). 

In  talcose*schist,  found  near  Kyschtirask,  N.  of  Miask,  and  near  Syssersk  in  the  Ural,  in  green- 
ish imbedded  nodules  (glinkite,  anal.  24);  id.  at  Webster,  in  Jackson  Co.,  N.  C.  (G— 3*28),  along 
with  serpentine,  pyrosclerite,  and  chromite  ;  with  chromite  in  Loudon  Co.,  Va. ;  in  Lancaster 
Co.,  Pa ,  at  Wood's  mine,  with  serpentine  and  chromite  (Genth) ;  near  Media,  Delaware  Co.,  Pa., 
with  hornblende,  magnetite,  and  chromite.    In  hyperstheue  rock  at  Elfdalen. 

Among  the  meteorites  containing  chrysohte,  there  are  the  Pallas  from  Siberia,  others  from 
Ataoama,  Steinbach,  etc. 

On  cryst.,  Kokscharof,  Bull.  Ak.  St.  Pet.,  \x.  235.  Gives  1-2  A  1-2,  ov.  0,  =  1l°  30',  whence  OA 
1-2  =  125^  45'.  i-2  A  '/-2,  ov.  w,=49'  55',  whence  ov.  i-i=ldO'  5'. 

Most  of  the  crystals  are  fragile,  and  therefore  unfit  for  use  as  gems. 

Named  from  yf^»o-d<r,  gold,  and  Xie>i.    The  hyalosiderite,  from  'vaXog,  glass,  and  aiSno'ig,  iron. 

The  ChrysolitJius  of  P]iny  wafi  probably  our  topaz;  and  his  topaz  our  chrysolite.  But  Pliny's 
statement  tliat  "  topazes  "  is  the  largest  of  aU  the  precious  stones,  and  that  a  statue  4  cubits  high 
was  made  of  it,  shows  tliat  he  confounded  together  different  stones,  since  solid  chrysolite  crystals 
are  never  as  large  as  some  topaz  crystals,  and  two  inches  is  an  extraordinary  magnitude.  The 
hardness  mentioned,  that  it  yields  to  the  action  of  the  file  and  wears  with  use,  is  right,  and  seems 
to  prove  that  true  chrysolite  was  iucluded  under  the  name  of  topazion.  It  came  from  an  island  in 
the  Red  Sea,  and  was  very  highly  valued.  It  is  stated  by  Diodorus  Siculus  to  have  resembled 
glass,  but  to  have  had  a  remarkable  golden  appearance,  especially  conspicuous  at  night  (King). 

Alt. — Alteration  of  chrysolite  often  takes  place  through  the  oxydation  of  the  iron ;  the 
mineral  becomes  bro"v\Tiish  or  reddish-brown  and  iridescent  It  also  splits  into  thin  laminie  as 
the  change  goes  on,  sometimes  so  as  to  resemble  a  mica.  A  basalt  thus  changed  was  once 
pointed  out  to  the  author  as  a  mica  slate,  although  no  further  change  had  taken  place  than  that 
here  mentioned.  Chusite,  Lanhilite,  and  SiderodepAe  of  ^iwx^&xxvQ  (J.  de  Phys.,  341,  iT94),  all  from 
Limburg  in  Brisgau,  are  chrysolite  more  or  less  altered.  The  process  may  end  in  leaving  the 
cavity  of  the  crystal  fiUed  with  limonite  or  red  oxyd  of  iron. 

Under  the  action  of  carbonated  waters,  the  iron  is  often  carried  off  instead  of  being  peroxy- 
dized,  and  also  some  of  the  magnesia  is  removed  at  the  same  time;  and  thus  may  come  serpen- 
tine^ picrosraine,  which  often  retain  the  crystalline  form  of  chrysolite.  A  further  change  may 
produce  steatite  and  other  magnesian  species. 

For  analyses  of  altered  chrysohte  see  Walmstedt,  in  Ak.  H  Stockh.,  1824,  and  Raram.  Miu. 
Ch.,  441;  Rhodius  in  Ann.  Ch.  Pharm.,  Ixiii.  116,  and  Ramm.  Min.  Ch,,  441;  Lewinstein  in 
Jaliresb.,  186i»,  757;  A.  Madelung,  Jahrb.  G.  Reichs.,  xiv.  1,  Jahrb.  Min.,  186 1,  628;  W.  Jung, 
B.  H.  Ztg.,  xxii.  2S9. 


260.  FAYALITE.    C.  G.  Gmelin,  Fogg.,  II  1839.     Eisenperidot,  Eisenglas,  Germ.  Itol 
Chrysohte.    Anhydrous  Silicate  of  Iron. 


Massive,  crystalline.  Cleavage  in  two  directions  at  right  angles  to  one 
another. 
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IL=r6-5.  G.=4-4:-l-i;  4-138,  Fayal ;  4*006,  Ireland,  Delesse.  Lustre 
metalloid,  somewhat  resinous  in  tlie  fracture.  Color  black,  greenish,  or 
brownish-black ;  sometimes  iridescent.  Opaque.  Fracture  imperfectly 
conchoidal.    Attractable  by  the  magnet. 

Comp. — Fe^Si=Silica  29'5,  protoxyd  of  iron  '70-5=:100.  Analyses:  1,  Gmelin  (Pogg.,  li. 
IGO);  2,  Fellenberg  (ib.);  3,  Rammelsbt-rg  (Min.  Oh.,  435);  4,  Thomson  (Min.,  I  461);  5,  Delesss 
(Bull.  G.  Fr.,  II.  X.  568): 


Si 

^1 

Fe  Mn 

IVIg 

Ca 

Cu 

1. 

Fayal  80-24 
"  29-15 

3-54 

58-27    3  54 

0-86,  FeS  2-33=98-78  Gmelin. 
0-31,  J»b  1-55=99-81  FeU. 

2. 

4-06 

60-95  U-69 

2-38 

0-72 

3. 

"  28-27 

3-45 

63-80 

ir. 

0-.I5 

1-29,  Fe  S  3-35  =  100-61  Ramm. 

4, 

Slavcarrach  29-60 

68-73  1-78 

 =100-11  Thomson. 

0. 

"  29-50 

ir. 

63-54  5-07 

0-30 

 =98-41  Delesse. 

Pyr.,  etc. — Fuses  readily  to  a  black  magnetic  globule.    Gelatmizes  with  acids. 

Obs. — From  the  Mourue  Mts.,  Ireland,  at  Slavcarrach,  near  Bryansford,  in  pegmatite  ;  forms 
nodules  in  volcanic  rocks  at  Fayal,  of  the  Azores.  Obsidian  or  volcanic  glass  often  approaches 
fayalite  in  composition. 

Artif. — Iron-chrysolite  sometimes  occurs  in  crystals  as  a  furnace  slag,  as  noticed  by  Hausmann 
in  1812,  and  later  by  Mitscherlich  and  others.  The  valkanisches  Eisenglas  of  EQaproth  (Beitr.,  v. 
222),  which  ailbrded  the  above  composition,  was  a  slag  according  to  G.  Rose.  It  is  a  common 
product  of  tlie  puddhug  furnace. 

201.  Irox-Maxgaxese  Chrysolite.  (^1.  Erdmann,  Ak.  H.  Stockh.,  1849  ;  var.  olivine,  his  Min., 
278,  1853.)  Xear  iavaUte,  but  contains,  besides  protoxyd  of  iron,  some  protoxyd  of  manganese 
and  lime,  with  also  a  little  magoesia,  approacliiug  thus  hyalosiderite. 

One  of  tlu'ee  agreeing  analyses  atforded  Erdmaun  (1.  c): 

Si  ^1  Fe  Mn  Mg  CJa 

29-16  1-56  55-87  8  47  3-23  2-29  =  100-58. 

It  gives  the  formula,  6  Fe"Si  -l- 1  Mn'^  Si+(Mg,  Ca)-  Si,  Rammelsberg.  It  occurs  in  a  gneissoid 
rock  called  EalyHiite,  consisting  in  part  of  augite  and  garnet,  at  Tunaberg  in  Sweden. 

A.  furnace-prodacU  which  is  a  linie-iron-maaganese  chrysolite,  has  been  observed  in  clove-brown 
crystals  at  an  iron-furnace  in  Easton,  Pa.  xin  analysis  afforded  Dr.  C.  T.  Jackson  (Am.  J.  Sci., 
II.  xix.  358),  Si  33-70,  Ca  31-80,  Fe  18-00,  Mn,  Mn  14-90,  Al  3-50  =  l(tl-vt0.  Taking  the  irou  and 
manganese  as  protoxyd,  as  so  regarded  by  Dr.  Jackson,  the  formula  is  (Ca,  Fe,  Mn)-  §i. 

262.  TEPHROITE.    Tephroit  Breitli.,  Char.,  278,  1823,  212,  329,  1832. 

Orthorhombic.  Crystalline-massive.  Cleavage  in  three  directions  rec- 
tangular in  intersection,  one  perfect,  a  second  a  little  less  so,  the  third 
imperfect,  or  rather  indistinct. 

1I.  =  5'5  — 6.  G. =4— 4*12.  Lustre  somewhat  adamantine.  Color 
grayish  flesh-red,  reddish-brown,  and  rose-red,  to  ash-gray,  smoky-gray. 
Streak  pale  gray.  Darkens,  on  exposure,  to  brown  and  black.  Translucent 
• — subtranslucent.  Optic-axial  plane  parallel  to  plane  of  perfect  cleavage ; 
divergence  for  red  rays,  159°  V ;  in  oil,  84°  19'. 

Var. — 1.  Normal  (anal.  1-5).  2.  Magnesian,  or  picrotepJiroik  (anal.  6-9).  G.  of  ISTo.  6,  a  brown 
kind,  3-97  ;  of  ISTo.  7,  a  red,  3-87.    Resembles  much  a  cleavable  feldspar.^ 

Comp. — Mn-  Si=Silica  29-8,  protoxyd  of  manganese  70-2  =  100;  or  (Mn,  iSlg)-  §i.  Analyses: 

1,  ThomsoD  (Min.,  1,  514);  2,  Rammelsberg  (Poo-g.,  Ixii.  145);  3,  H.  Deville  (Descl.  Min.,  i'  88); 
4,  G.  J.  Brush  (Am.  J.  Sci.,  II.  xxxvii.  66);  5,  Igelstrom  (CEfv.  Ak.  Stockh.,  1865,  228);  6,  7,  P, 
Collier  and  A.  Hague  (see  No.  4) ;  8,  Damour  (Ann.  d.  M.,  YI.  ii.  839) ;  9,  Igelstrom  (1.  c): 

Si      Fe      Mn      2.n     Mg     Ca  ign. 
Ic  Franklin  29*64    0-82    66-60        2-70=99-76  Thomson. 

2.  Sparta  28-66    2-92    68-68      =100-46  Rammelsberg. 
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Sparta 

Paisberg,  red 
Sparta,  hrown 

"  red 
Franklin 


Si 

28'3T 
30-19 
30-82 

30-  55 

31-  73 
29-95 


Fe 
2-16 
1-09 

1-52 

0-  23 

1-  96 


Mn 
59-31 
65-59 
56-83 
52-32 
47-62 
36  43 


2n 
7-58 
0-27 

5-93 
4-77 
11-61 


Mg 
2-16 

1-  38 

2-  79 
7-73 

14-03 
18-60 


9.  Paisberg,  Irovm       31-36    4-15    44  07    17-71 


Ca  ign. 

0-  39  —  =  99-97  Deville. 

1-  04  0-37=^99-93  Brush. 
5-37  2-20=98-01  Igelstrom. 
1-60  0-28  =  99-93  Collier. 
0-54  0-35  =  99-27  Hague. 
  1  •71  =  100-26  Damour. 

tr.  0-87,  tb.  Is,  0  i;r.  =  98-16  Igelst 


Analysis  No.  4  was  of  a  specimen  received  from  Breithaupt,  as  the  original  tephroite ;  Nos.  6, 
7.  from  specimens  obtained  by  Brush  at  Stirling  Hill,  in  Sparta.  The  zinc  in  anal.  3-7  was  un- 
doubtedly from  mixed  zincite,  this  mineral  occurring  as  a  thin  scale  or  lamina  in  the  direction  of 
the  cleavage,  and  hence  often  covering  cleavage  surfaces  (Brush).  Anal.  7  corresponds  to  (|  Mn 
+  i  ^Ig)  Si;  anal.  8,  to  (|  Mn-f-^  Mg)  Si;  and  in  anal.  9,  Mn  :  Mg=5  :  4. 

Pyr.,  etc. — B.B.  fuses  at  3-5  to  a  black  scoria.  Gelatinizes  perfectly  in  muriatic  acid  without 
evolving  chlorine.  With  the  fluxes  gives  reactions  for  manganese  and  iron.  The  magnesian 
variety  "fuses  at  4  (No.  6)  to  6  (No.  7). 

Obs — Found  at  Stirling  Hill  in  Sparta,  N.  J.,  with  zincite,  willemite,  and  franklinite,  in  cleav- 
able  masses ;  also  at  Paisberg,  in  Wermland,  Sweden,  along  with  rhodonite  and  other  manganesian 
minerals ;  at  Sjogrufvan,  with  hausraanuite. 

The  name  tephroite  is  from  rtp^os.  ash-colored.  Breithaupt's  original  specimen  was  from  the 
collection  of  H.  Heyer  at  Dresden. 

262A.  Hydrotephroite.  L.  J.  Igelstrom  has  described  (CEfv.  Ak.  Stockh.,  1865,  605)  a 
hydrous  tephroite  from  Paisberg,  which  has  a  pale  reddish  color,  a  colorless  streak,  and  H.=4; 
gelatinizes  with  acids  and  yields  water.  He  obtained  in  an  analysis  Si  28-46,  Mn  0-49,  Mn  58-44, 
Mg  11-89,  Ca,  Fe  tr.,  H  5  85=  100-13,  and  corresponding  to  (Mn,  'Kgf  Si  +  f  H.  It  may  be  an 
altered  tephroite. 

A  black  silicate  of  manganese  from  Klapperud,  Dalecarlia,  having  a  submetallic  lustre  and  yel- 
lowish-brown streak,  afforded  Klaproth  (Beitr.,  iv.  137)  Si  25  0,  Mn  55-8,  H  13-0  =  93-8  =  Mn^_Si 
+  2  H,  agreeing  with  the  tephroite,  excepting  the  water.  Klaproth  obtained  60  p.  c.  of  liln,  Mn, 
whence  the  above  is  deduced  by  Berzelius. 


263.  KNEBELITE.    Knebeht  Dohereiner,  Schw.  J.,  xxi.  49,  1818. 

Crystalline  massive. 

H.=6*5.  G.=3-T145  Dobereiner ;  4*1225  Erdmann.  Lustre  glistening. 
Color  gray,  spotted  dirty-white,  red,  brown,  and  green  ;  also  grayish-black 
to  black.    Opaque  to  translucent.    Brittle ;  fracture  subconchoidal. 

Comp. — (i  Fe  +  i  iSln)^  Si=Silica  29-6,  protoxyd  of  iron  35-5,  protoxyd  of  manganese  34  9  = 
100.  Analyses:  1,  Dobereiner  (Schw.  J.,  xxi.  49);  2,  A.  Erdmann  (Dannemora  Jernmalmsfalt, 
p.  54): 

Si         Fe  Mn  Mg 

1.  Ilmenaii  32-5        32-  35-   =99-5  Dobereiner. 

2.  Dannemora         30-26       34-30       34-47       0-25,  ^1  1-59  =  100-87  Erdmann. 

Pyr.,  etc. — According  to  Dobereiner,  unaltered  B.B.,  but  Erdmann's  mineral  fused  easily  to  a 
lustreless  magnetic  bead,  and  gave  with  the  fluxes  reactions  for  iron  and  manganese.  Decom- 
posed readily  by  muriatic  acid  with  separation  of  gelatinous  silica. 

Obs. — The  mineral  analyzed  by  Dobereiner  was  from  an  unknown  locality,  but  Gr.  Suckow 
(Kenng.  Ueb.  Miu.,  1855,  93)  states,  on  the  authority  of  Kuebel,  that  it  was  found  in  granito 
near  Ilmenau.  The  Dannemora  mineral  is  grayish-black  to  black  in  large  masses,  light  gray  on 
the  thin  edges,  and  is  stated  to  cleave  parallel  to  a  prism  of  about  115°. 

Named  after  Major  von  Knebel. 

264.  LEUCOPHANITE.   Leukophan  Esmark,  Ak.  H.  Stockh.,  1840,  191;  Tamnau,  Pogg., 
xlviii.  504.    Leucophane.  Leucofanite. 

Orthorhombic.  I A  I  about  91°  (90°  to  93°,  Greg;  91°  S\  B.  &  M.)  ; 
0  A  1-t,  calc.,=:145°  52^  Approximate  angles,  0  A  2=117°-118°  30', 
0  A  2-i=126°  25'.    A  plane  m-n  on  6^=140°  30',  on  one  plane  1=126° 
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30^5  on  other  7=101°  30',  Greg.  Crystals  tabular  and  nearly  rectangular. 
Cleavage  :  basal  perfect ;  imperfect  in  another  direction,  inclined  120°  25' 
to  the  base ;  and  perhaps  in  a  third,  at  right  angles  to  0.  Usually  mas- 
sive. 

H.  =  3*5—4.  G. =2*971:.  Lustre  vitreous  on  a  cleavage  surface.  Color 
pale  dirty  green  to  wine-yellow ;  thin  fragments  transparent  and  colorless. 
Powder  white,  and  strongly  phosphorescent,  whether  heated  or  struck. 
Electric  when  heated.  Optically  biaxial;  bisectrix  normal  to  the  base, 
plane  of  axes  the  macrodiagonal ;  Descl. 

Oomp.— 0.  ratio  for  R,  E  gi=3  :  3  :  10 ;  [\  (Ca,  Xa)  +  i  Se)^  Si  +  f  Si;  or  else  with  half  the 
excess  of  silica  basic.  Part  of  the  oxygen  replaced  by  fluorine.  Analyses :  1,  Erdmann  (Ak.  H. 
Stockh.,  1S40);  2,  Rammelsberg  (Pogg.,  xcviii.  257): 


Si  :6e         lin  Ca 

1.  4Y-82    11-51       rol  25-00 

2.  47-03       1-03       10-70        tr.  23-37 


Xa         K  F 

10-  20       0-31       6-17  =  102-02  Erdmann. 

11-  20       0-30       6-57=^100-43  Ramm. 


0.  ratio,  leaving  out  of  view  the  fluorine,  for  Ca,  iSe,  Si,  from  anal.  1,  3  :  3  :  10-6 ;  from  2, 
2  :  2-8  :  lO'O. 

Pyr.,  etc. — In  the  closed  tube  whitens  and  phosphoresces  with  a  purple  light.    B.B.  in  the 

forceps  phosphoresces  and  fuses  with  intumescence  at  3  to  a  clear  colorless  glass,  which  becomes 
opaque-white  on  flaming;  imparts  an  intense  yeUow  color  to  the  flame.  Fused  with  salt  of  phos- 
phorus in  the  open  tube  gives  the  reaction  for  fluorine. 

Obs. — Leucophaue  occurs  in  syenite  with  albite,  eheolite,  and  yttrotantalite,  on  the  small  rocky 
islet  Lamoe,  near  the  mouth  of  tlie  Laugesund  flord  in  Norway,  where  it  was  found  by  Esmark. 
It  resembles  somewhat  a  light-green  variety  of  apatite. 

Named,  from  Afusds,  v:liite.  and  yauo.,  I  appear. 

On  cryst,  see  G-reg,  Phil.  Mag.,  lY.  ix.  510;  Dana,  Am.  J.  Sci.,  II.  xxi.  205 ;  Descl.  Miu.,  L  144. 
265.  WOHLERITE.  Wolilerit  Scheerer,  Pogg.,  lix.  327,  1843. 

Orthorhombic.  7 A  7=90°  nearly,  0  A  1-1=1U°  37' ;  aih:  c=0'71G2  : 
1:1± 


OA 


:lf^O°  27 


6>  A|-^=133  11 

0  A  Jf-^=117  07 

0  A  1-2=111  30 
i-i  A  ^'-2  =  116  31 
i-l  A  7=135  ± 
i-2  A  ^-2,  ov.  ^-^,  =  126  52 
i-2>  A  ^'-3,  ov.  i-l,=14:S  8 


^  A  ov. 


6>,  =  110  51 


In  tabular  crystals  and  prisuis.  Cleavage :  i-l 
distinct  and  easy.    Also  granular. 

E[.  =  5'5.  G.=3'll.  Lustre  vitreous,  inclining  to  resinous.  Color  light- 
yellow,  wine-,  honey-,  resin-yellow,  brownish,  grayish.  Streak-powder  yel- 
lowish-white. Transparent— subtranslucent.  Fracture  more  or  less  cun- 
choidal — splintery. 

Comp.— 0.  ratio  for  (Oa,  Mg,  Xa),  Zr,  Si,  (Fe,  Mn),  Cb=9-78  :  5-08  :  15-89  :  0-T7  :  3-57  ;  from 
Scheerer's  analysis  (with  which  Hermann's  agrees  nearly),  whence  Scheerer  deduces  a  formula 
making  it  a  columbate  of  zirconia  +  5  parts  of  a  silicate  of  soda  and  Ume.  It  corresponds  well  iA 
the  formula  (ii^Oa,  Mg,  Xa)-  -h  ^Zr)  Si  [  +     (Fe,  Mn)  Ob],  the  last  member  columUte. 
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Analyses:  1,  Scheerer  (L  c);  2,  Hermann  (Bull.  Soc.  Nat.  Moscow,  xxxviii.  46*7): 

Si       Cb       Zr       3Pe     Mn     Ca      Na  "E 

1.  Brevig    30-fi2    14-47    15-17     2-12    1-55    26-19    7-78    0-24,  Mg  0-4=98-14  Scheerer. 

2.  -        29-16    11-58    22-72Fel-28    1  52    24-93    7-63    l-33  =  99-61  Herm. 

Pyr.,  etc. — B.B.  in  a  strong  heat  fuses  to  a  yellowish  glass.  "With  the  fluxes  gives  the  reac- 
tion of  manganese,  iron,  and  silica.  Dissolves  easily  when  heated  in  strong  muriatic  acid,  with 
a  separation  of  the  silica  and  columbic  acid. 

Obs. — Occurs  with  elaiohte  in  zircon-syenite,  on  several  islands  of  the  Langesund  fiord,  near 
Brevig  in  Norway.  Some  crystals  are  nearly  an  inch  long.  On  cryst.,  Descl.,  in  Ann.  Ch,  Phys., 
III.  xl.,  and  Ann.  d  M.,  V.  xvi.  229;  Dauber,  Pogg.,  xcii.  24  2.  Descloizeaux,  in  his  later  paper, 
makes  i-i  and  i-i  the  vertical  faces  of  the  prism  I,  with  I A  1=90^  16',  and  he  describes  the  crys- 
tals as  hemihedral  in  many  planes. 

266.  WILLEMITB.  Siliceous  Oxyd  of  Zinc,  Silicate  of  Zinc  (fr.  N.  Jersey),  Vanuxem  &  Keating, 
J.  Ac.  Philad.,  iv.  8,  1824.  Willemite  (fr.  Moresnet)  Levy,  Jahrb.  Min.  1830,  71  ;  Ann.  d.  M.,  IV. 
iv.  513,  1843.  WiUiamsite,  Wilhelmite,  Villemite,  alt  orthogr.  Anhydrous  Silicate  of  Zinc.  Hebe- 
tin  (fr.  Moresnet)  BreUh.,  Char.,  130,  1832.    Troostite  (fr.  N.  J.)  Shep.,  Min.,  1st  part,  154,  183-i. 

Ehombohedral.     E  A  i?=rll6°  1',  0  A  i?=142°  IT :  a=0'67S7S.  Ob- 


served planes:  in  crystals  fr.  'N.  Jersey,  i-2,        i,  1^ 
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fr.  Moresnet  0, 
r  A^-2=151°  55', 
Levy.  Cleavao^e 


^.    ^Ai=148°  V. 
^Av2=121°  59';  fAf=::128°  30'; 
^'-2  easy  in  ]N".  Jersey  crystals  ;  0  easy  in  those  of  Mor- 
esnet.   Also  massive  and  in  disseminated  grains.  Some- 
times fibrous. 

H.  =  5'5.  G=3*89— 4*18.  Lnstre  vitreo-resinous, 
rather  weak.  Color  whitish  or  greenisli-yellow,  when 
purest ;  apple-green,  fiesh-red,  grayish-white,  yellowish- 
brown  ;  often  dark-brown  when  impure.  Streak  uncol- 
ored.  Transparent  to  opaque.  Brittle.  Fracture  con- 
choidal.    Double  refraction  strong  ;  axis  positive. 

Var. — The  crystals  of  Moresnet  and  New  Jersey  differ  in  occurring 
forms  as  above  described.  The  latter  are  often  quite  large,  and  pass  under 
the  name  of  troostite;  they  are  commonly  impure  from  the  presence  of 
manganese  and  iron.    0-.  of  crystals  from  New  Jersey,  3-89  —  4,  Vanuxem  and  Keating;  4-(»2, 
Herm.;  4-154,  Delesse ;  from  Moresnet,  3-935,  Thomson;  4-16—4*18,  Levy;  from  Stolberg,  4-18, 
Monheim. 

Comp. — ^n-  §i=r Silica  27-1,  oxyd  of  zinc  72-9  =  100.  Analyses:  1,  2,  Vanuxem  and  Keat- 
ing (1.  c);  3,  Hermann  (J.  pr.  Ch.,  xlvii.  11);  4,  Delesse  (Ann.  d.  M.,  IV.  x.  213);  5,  H.  Wurtz 
(Rep.  Am.  Assoc.,  iv.  147);  6,  Thomson  (Min.,  i.  545);  7,  Levy  (Ann.  d.  M.,  IV.  iv.  513);  8,  Mon- 
heim (Verb.  nat.  Ver.  Bonn.,  1848,  157);  9,  Damour  (Descl.  Min.,  554): 


§i 

Fe 

Mn 

Fe 

Mn 

2n 

Mg 

H 

1. 

Stirling 

25-44 

6-50 

68-06 

 =100  Van.  &  K 

2. 

(( 

25-00 

0-67 

2-66 

71-33 

 =  99-66  Van.  &  K. 

3. 

(( 

26-80 

tr. 

9-22 

60-07 

2-91 

1-00=100  Herm. 

4. 

(C 

27-40 

0-87 

2-90 

6S-S3 

 =100  Delesse. 

5. 

u 

27-91 

5-35 

3-73 

59  93 

1  66 

 ,  Oal-6i  1  =  1 00-18  Wurtz 

6. 

Moresnet 

26-97 

1-48 

0-78 

68-77 

1-25,  Xl  ]-44'*=99-91  Thorn. 

7. 

27-05 

0-75 

68-40 

0-30  =  9ii-50  Levy. 

8. 

Stolberg 

26-90 

0-35 

72-91 

 =100-16  Monheim. 

9. 

Greenland 

27-86 

0 

37 

71-51 

 =  99-74  Damour. 

«  With  a  truce  of  zinc  and  iron. 


First  analyzed  and  described  by  Vanuxem  and  Keating. 

Pyr.,  etc. — B.B.  in  the  forceps  glows  and  fuses  with  difficulty  to  a  white  enamel ;  the  vane- 
ties  from  New  Jersey  fuse  from  3*5  to  4.    The  powdered  mineral  on  charcoal  in  R.F.  gives  a 
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coating,  5ellow  while  hot  and  wliito  on  cooling,  which,  moistened  "«ith  sohition  of  cobalt,  and 
treated  in  O.F.,  is  colored  bright  green.  With  soda  the  coating  is  more  readily  obtained.  De- 
composed by  muriatic  acid  with  separation  of  gelatinous  silica. 

Obs. — From  Vieille-Montagne  near  Moresnet.  between  Liege  and  Aix-Ia-Chapelle,  in  crystals  and 
massive,  the  crystals  but  a  few  millimeters  in  length ;  also  at  Stolbcrg  near  Aix-la-Chnpelle  ;  at 
Raibel  in  Carinthia ;  at  Kucsaina  in  Servia  and  in  Greenland  in  compact  quartz.  In  New  Jersey 
at  both  Franklin  and  Stirling-  in  such  quantity  as  to  constitute  an  important  ore  of  zinc.  It 
^'^curs  intimately  mixed  with  zincite  and  franklinite,  and  is  found  massive  of  a  great  variety  of 
olors.  from  pale  honey-j^ellow  and  hght  green  to  dark  ash-gray  and  flesh-red;  sometimes  in  crys- 
tals (iroosiite)  sLs  inches  long  and  an  inch  or  more  thick,  imbedded  in  franklinite  and  also  in 
calcite. 

Named  by  Levy  after  "William  I.,  King  of  the  Netherlands. 

267.  PHENAOITE.    Phenakit  K  v.  Nordenskiold,  Ak.  H.  Stockh.,  160,  1823,  Pogg.,  xxxi.  57 

^  Ehombohedral ;  often  liemihedral.  A  ^==116°  36',  0  A  ^=142°  38', 
Kokscliarof ;  (2=0'661065.  Observed  planes  :  rhomboliedrons,  jR,  -2,  -1, 
-i  ;  scalenoliedrons,  l'^,  1^,  -2^,  f (bevelling  terminal  edge  of  Ic)  ;  pyramids, 
f-2,  |-2  ;  prisms,  /,  ^-2,  ^-f ;  hemihedral,  [  f -|,  f.  |-|,  [  3-1,  Koksch.  Min. 
Eussl.,  ii.  308,  iii.  81. 

B  A  1=127°  2r 

^  A^'-2=121  42 
f-2  A  f-2=156  44 
f-2  A  ^=159  56 

Crystals  sometimes  oblong,  as  in  fig.  240  ;  bnt  often  the 
prism  nearly  or  quite  wanting,  and  the  form  that  of  a  low  obtuse 
riiombohedron,  with  replaced  edges  and  lateral  angles.  Cleav- 
ao'e  :  i-2  distinct,  ^  impei'fectly  so.  Twins  :  composition-face 
i-'2. 

H.  =  7*5  — 8.  G.=2-96— 3.  Lustre  vitreous.  Colorless;  also,  bright 
wine-yellow,  inclining  to  red  ;  brown.  Transparent — sub  translucent.  Frac- 
ture like  that  of  quartz.    Double  refraction  positive. 

Comp.— :63-gi=Silica  54-2,  glucina  45-8  =  100.  Analyses  :  1,  Hartwall  (Pogg.,  xxxi.  5T) ,  2, 
Bischof  (Pogg.,  xxxiv.  525 j : 

1.  Ural  gi  55-14       ^e  44-47       ^1  and  Mg /r.i=99-61  Hartvisall 

2.  Framont        54-40  45-57       Ca  and  Mg  ti-09  =  100*06  Bischof. 

Pyr.,  etc. — Alone  remains  unaltered ;  with  borax  fuses  with  extreme  slowness,  unless  pul 
verized  to  a  transparent  glass.  With  soda  aflbrds  a  white  enamel;  with  more,  intumesces  and 
becomes  infusible.    Dull  blue  with  cobalt  solution. 

Obs. — Occurs  in  mica  schist  at  the  emerald  and  chrysoberyl  mine  of  Takovaja.  85  versts  E.  of 
Katherinenburg,  where  the  crystals  are  sometimes  nearly  4  inches  across,  and  one  found  weighs 
14-  lbs. ;  also  in  smaU  crystals  on  the  east  side  of  the  Ilmen  Mts.,  5  versts  N.  of  Miask,  along  with 
topaz  and  green  feldspar ;  also  in  highly  modified  crystals  with  quartz,  in  limonite,  near  Framont 
in  Alsace ;  at  Mt,  Mercado,  near  Durango,  Mexico,  in  limonite  and  magnetite,  the  crystals  nu- 
merous, but  not  fresh,  being  below  the  true  hardness  ;  and  in  a  valley  on  the  summit  of  La  Cruz, 
on  the  side  of  the  rancho  of  Tinaja,  it  forms,  according  to  G-.  Weidner,  a  rock,  containing  horn- 
blende and  actinolite. 

Named  from  oei>a^,  a  deceiver,  in  allusion  to  its  having  been  mistaken  for  quartz. 

268.  MELIPHANITE.    Melinophan  Scheerer,  J.  pr.  Ch.,  Iv.  449,  1852.    MeHphane  Dana,  Am. 

J.  Sci.,  II.  xliv.  405,  1867. 


^  A -2=:  160°  35'  240 


Ji  A-i=zUS  18 

2  A  2==8T  12 


Tetragonal  or  hexagonal.    Massive,  and  consisting  sometimes  of  plates 
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or  lamellae,  but  not  as  a  result  of  cleavage  structure. 
(?),  in  traces. 


Cleavage  hexagonal 


H.=5.  G.  =  3-0,  Eicliter ;  3'018,  Eammelsberg.  Lustre  vitreous.  Color 


sulphur,  citron,  or  honey-vellow.  Transparent  to  translucent. 
Double  refraction  strong,  uniaxial ;  axis  negative  ;  Descl. 


Brittle. 


Comp. —  Formula  perhaps  as  on  p.  250. 
melsberg  (Pogg.,  xcviii,  297): 


Analyses :  1,  imperfect,  by  R.  Ricliter  (L  c.) ;  2,  Ram- 


Si  ^1  Mn  3Pe 
44-8      12-4    1-4  1-1 


43-66 


1-57 


]5e      Ca     Mg    Na  F 

2-2  31-5  0-2  2-6  2-3  Cb,  Zr,  €6,  Y  0-8=98-8  Riehter. 
11-74    26-74    0-11    8-55    5-73,  K  1*40,  H  0-30=99  80  Ramm. 


Rammelsberg's  analysis,  if  the  fluorine  is  taken  as  replacing_  part  of  the  oxygen  in  the  bases 
and  acid,  gives  for  the  oxygen  (including  the  fluorine)  ratio  for  R,  Si  3'7  :  3  :  8-3.  The  exact 
nature  of  the  compound  is  still  doubtfuR  Rammelsberg  deduces  the  same  formula  as  that  for 
leucophane,  taking  as  the  common  oxygen  ratio  4:3:9.  But  Descloizeaux's  optical  examina- 
tions make  the  two  distinct  species. 

Pyr.,  etc. — B.B.  in  the  forceps  does  not  phosphoresce,  fuses  with  intumescence  to  a  white 
enamel;  in  other  respects  resembles  leucophane. 

Obs. — From  the  zircon-syenite  of  Norway,  near  Fredericksvarn,  with  elseolite,  mica,  fluorite, 
and  magnetic  iron.  An  imperfect  crystal  in  the  cabinet  of  R.  P.  Greg,  Esq.,  gave  him  for  the 
angle  between  two  prismatic  faces  133";  the  edge  between  these  two  faces  was  replaced  by  a 
rough  plane,  apparently  not  equaUy  inclined. 

Xamed  from  jxthi^  honey,  and  (/)uti/o),  I  apijear,  from  the  honey -yellow  color,  [Scheerer  misswrote 
the  word  melmophane,  which  would  come  from  jiiXivo^,  ashen,  or  ixeXivn,  millet!]  The  dropping  of 
the  t  of  the  genitive,  as  done  above,  has  classical  authority. 

269.  HELVITE.  Ein  Fossil  w.  Aehnlichk.  m.  d.  Granat  hat,  aber  nicht  Granat  zu  seyn 
scheint,  Mohs,  Null  Kab.,  i.  92,  1804.  Helvin  Wern.,  1816,  Breith.  in  Hoflm.  Min.,  iv.  b.  112, 
1817.  Wern.  L'etztes  Min.  Syst.,  2,  29,  1817;  Tetrahedral  Garnet  Mohs,  Char.  Syst.  Min.,  71, 
1820,  Edinb.    Tetraedrischer  Granat  id.,  Grundr.,  412,  1824. 


Figs.  31,  32. 


Cleavage  :  octahedral,  in  traces. 


Isometric :  tetrahedral. 

H.  =  6  — 6-5.  G.  =  3-l  — 3-3;  3-216,  Breithaupf.  Lustre  vitreous,  inclin- 
ing to  resinous.    Color  honey -yellow,  inclining  to  yellowish-brown,  and 


siskin -green  , 


streak  uncolored.    Subtranslucent.    Fracture  uneven. 


Oomp.— 0.  ratio  for  R,  Si=l  :  2 ;  for  Mn+Fe,  Se=:l  :  1 ;  formula  (i(Mn,  Fe)  +  i  ^ef  gi+ 
\  Mn  S,  Ramm. 

Analyses:  1,  2,  Gmelin  (Pogg.,  iii.  53);  3,  Rammelsberg's  correction  of  Gmelin's  anal.  1  (Min. 
Ch.,  701);  4,  Rammelsberg  (ib.): 


1.  Schwarzenborg 

2. 

3. 

4.  Norway 


33-26 
35-27 
33-26 
33-13 


Se 
12-03'' 

8-U3 
12-03 
11-46 


Mn 

41-  76 

42-  12 
30-57 
36-50 


Fe 

5-56 

8-00 

8-00 

4-00 


Mn 


8-  67 

9-  77 


S  ign. 

5-05  1-1 5  =  98-81  Gmelin. 

   ,  ^1  1  44  Gmelin. 

5-05  1-15  =  98-73  Gmelin. 

5-71   =100-57  Ramm. 


With  some  alumina. 


Pyr.,  etc. — Fuses  at  8  in  R.F.  with  intumescence  to  a  yellowish-brown  opaque  bead,  becoming 
iarker  in  R.F.  With  the  fluxes  gives  the  manganese  reaction.  Decomposed  by  muriatic  acid, 
with  evolution  of  sulphuretted  hydrogen,  and  separation  of  gelatinous  silica. 

Obs.— Occurs  in  gneiss  at  Schwarzenberg  in  Saxony,  associated  with  garnet,  quartz,  fluorite, 
and  calcite ;  at  Breiteubrunn,  Saxony ;  at  Hortekulle  near  Modum,  and  also  at  Brevig,  in  Norway 
in  zircon-syenite. 

Named  by  Werner,  in  allusion  to  its  yellow  color,  from  /jAios,  the  sun. 
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270.  DANALITE.    J.  P.  Cooke,  Am.  J.  Sci.,  II.  xlii  73. 

Isometric.  In  octahedrons,  with  phmes  of  the  dodecahedron  ;  the  dode 
cahedral  faces  striated  parallel  to  the  longer  diagonal. 

H.=5*5  — 6.  G.=3*427.  Lustre  vitreo-resinous.  Color  flesh-red  to 
gray.  Streak  similar,  but  lighter.  Translucent.  Fracture  subconchoidal, 
uneven.  Brittle. 

Comp.— R  +  i  :6e)2  g.  in  which  R--Fe,  Mn,  2n.    Analyses :  J.  P.  Cooke  (L  c.) : 

gi       Fe      iln      2n      fie  S 

1.  Rockport       (1)  31-73    27-40    6-28    17'51    13-83     5'48  =  102-23. 

2.  Gloucester         29-88    28-13    5-71    18-15    14-72*    4'82,  Ca  0-83,  3Tg  ir.=:  102-24. 

a  "With  alumina. 

By  subtracting  from  anal.  1  oxygen  2-74,  equivalent  to  the  sulphur,  the  sum  is  99-49 ;  and 
from  anal.  2,  2-41  p.  c.  ox3'gen,  the  sura  is  99-83. 

Pyr.,  etc. — B.B.  fuses  readily  on  the  edges  to  a  black  enamel.  With  soda  on  charcoal  gives 
a  slight  coating  of  oxyd  of  zinc.  Perfectly  decomposed  by  muriatic  acid,  -with  evolution  of  sul- 
phuretted hydrogen  and  separation  of  gelatinous  silica. 

Obs. — Occurs  in  the  Rockport  granite.  Cape  Ann,  Mass.,  smaU  grains  being  disseminated 
through  this  rock ;  also  near  Gloucester,  Mass. ;  in  both  localities  associated  with  a  hthia  mica, 
In  the  latter,  with  green  feldspar  and  fluorite. 

Named  after  J.  D.  Dana. 


271.  GARNET.  WvBpai,  pt.  [rest  Ruby  Spinel  and  Sapphire]  Theophr.  Carbunculus  pt.  [rest 
id  ]  Plin.^  xxxvii.  25  ;  Carchedonius,  Garamanticus  [ r=  Carthaginian  or  Garamantic  Carbuncle], 
Alabandicus  [cut  at  Alabanda],  Anthracitis,  Plin.,  ib.,  25-27.  Granatus  Alhertus  Magnus,  232, 
1270.  Carbunculus  Carchedonius  =  G^erm.  Granat,  C.  Alabandicus  and  Troezenius=  (?er//i. 
Almandm,  Agric,  Poss.,  272,  Interpr.,  463,  1546.  Granat  Wall,  Min.,  120,  1747.  Garnet. 
Grenat  Fr. 

Isometric.  Observed  planes :  0  (very  rare),  7",  1 ;  trapezohedral,  2-2, 
f -f  ;  tetrahexahedral,  i-'2,  ^'-f -| ;  trisoctahedral,  f ;  hexoctahedral,  3-|, 
4-4-.  Dodecahedron,  fig.  3,  and  the  trapezohedron  2-2,  fig.  10,  most  com- 
mon;  also  figs.  11,  13,  14,  21,  28;  octahedral  form  very  rare;  figs.  241- 
243  distorted  dodecahedrons ;  f.  244,  distorted  trapezohedron ;  f.  246,  com- 
bination of  the  dodecahedron  aud  trapezoliedron,  but  distorted,  and  having 
only  four  planes  of  the  former. 

Cleavage  :  dodecahedral,  sometimes  quite  distinct.  Twins  :  composition- 
face  octahedral.  Also  massive ;  granular,  coarse,  or  fine,  and  sometimes 
friable  ;  lamellar,  lamellae  thick  and  bent.  Also  very  compact,  crypto- 
crystalline  like  saussurite. 

II.  =  6'5  — 7"5.  G.==  3 •15—4*3.  Lustre  vitreous — resinous.  Color  red, 
brown,  yellow,  white,  apple-green,  black ;  some  red  and  i>-i-een  colors  often 
bright.  Streak  white.  Transparent — subtranslucent.  Fracture  subcon- 
choidal, uneven.  Brittle,  and  sometimes  friable  when  granular  massive  ; 
very  tough  when  compact  cryptocrystalline. 

Oomp.,  Var. — Garnet  is  a  unisilicate,  of  resquioxyd  and  protoxyd  bases,  having  the  seneral 
formula  (i U'  +  iB f  Si^  or  ( tVj-  gi^+R-^ Sil 

The  name  is  from  the  Latin  granatus,  meaning  like  a  grain,  and  directly  from  pomegranate,  the 
seeds  of  which  fruit  are  small,  numerous,  and  red,  in  ahusion  to  the  aspect  of  the  crystals. 

There  are  three  prominent  groups,  based  on  the  nature  of  the  predominating  sesquioxyd. 

I.  Aluminagarxet,  in  which  the  sesquioxyd  is  mainly  alumina  (±1). 

II.  Irongarxet,  in  which  it  is  largely  sesquioxyd  of  iron  (Fe),  usually  with  some  alumina. 
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241 


242 


243 


244 


246 


245 


247 


1 


I 


III.  Cheomegarxet,  in  -whicli  it  is  largely  sesquioxyd  of  chromium  (€r). 

The  protoxjfl  bases  present,  either  singly  or  two  or  more  together,  are  lime  (Ca),  magnes  a  (Mfe-), 
protoxyd  of  iron  (Fe),  'protoxyd  of  manganese  0>lu\  with  rarely  a  few  f».  c.  oi proioxyd  (?)  of  chroniium, 
proto'xyd  of  nickel,  or  yttria,  or  a  trace  of  au  alkali.  Subdivisions  of  the  above  groups  have  been 
based  on  the  predominance  of  one  or  another  of  these  protoxyds ;  and  on  this  ground  there  are 
the  following  vaiieties  or  sub.-pecies  : 

A.  Grossularite,  or  Lime-Aluminagarnet. 

B.  Pyrope,  or  Magnesia-Aiuminagarnet. 

C.  Al-MAXdite.  or  Iron-Alurninagarnet. 

D.  Spessartite,  or  Manganese-  Abu ainagar net. 

E.  AxDRADiTE,  or  Lime- Iroagar net,  mcluding  1,  ordmary;  2,  manganesian,  or  Eoihoffite ;  3, 
yttriferous,  ur  Yitergarnct. 

F.  Bfedbergite,  or  Lime- Magnesia- Irongar net. 
G-.  Ouvarotite,  or  Lime-  Chromegarnet. 

Excepting  tlie  last,  these  subdivisions  blend  with  one  another  more  or  less  completely  through 
varieties  containing  combinations  of  the  protoxyd  bases,  and  also  of  the  sesquioxyd  bases.  The 
following  are  their  characters.  Most  of  the  various  names  enumerated  below  under  each  division, 
making  the  synonymy,  have  stood  for  a  time  as  names  of  supposed  distinct  species. 

A.  Lime-Aluminagarnet;  Grossularite.  (Kanelstein  [=Cinnamon  Stone]  fr.  Ceylon  [sp., 
placed  near  Zircon]  Wern.,  18i>3,  Ludwig's  Wern,,  ii.  209,  1804;  Essonite  [sp.]  //.,  Tr.  Pierres 
prec,  1817;  Hessonite  Zeo/?/?.,  Handb.,  433,  1821:  Essonite  [var.  of  Garnet]  Beud..  170,  ls24. 
Piomanzovit  [fr.  Kimito]  Xordenskitild,  Schw.  J.,  xxxi.  38o,  Grossularite  [fr.  T\'ilui  R.,  Sib.]  Wern., 
181.18-9,  Ilofm.  Min.,  i.  479,  ISll;  Granat  Fallas,  N.  N"ord.  Beyt.  St.  Pet,  1793;  Wiluit  pt.  [Yil- 
uit]  Sictrgin.  Greriat  du  chaux.  ou  Grossulaire,  Bend.,  387,  1824.)  A  silicate  mainly  of  alumina 
and  lime;  formula  mostly  (^-Ca^-h^Alf  Si^=Silica  40-1,  alumina  22-7,  lime 37*2=  1 00.  But  some 
lime  often  replaced  by  protoxyd  of  iron,  and  thus  graduating  toward  the  Alraaudite  group.  Color 
(a)  white  ;  (6)  pale  green;  (c)  amber-  and  honey-yellow;  {d)  wine-yellow,  brownish-yellow,  cinna- 
mon-brown ;  rarely  (e)  emerald-green  from  the  presence  of  chromium.    G.  =  :)*4— 3'75. 

The  original  grossularite  (loiluiie)  included  the  pale  green  from  Siberia,  and  was  so  named  from 
the  botanical  name  for  the  gooseberry;  G  =3'42  — 3'72.  Cinnamon-stone,  or  essonite,  included  a 
cinnamon-colored  variety  from  Ceylon,  there  called  hyacinth ;  but  under  this  name  the  yellow 
kinds  are  usually  included-  Succinite  is  an  amber-colored  kind  from  Ala,  Piedmont.  Bo/nanzoviie 
is  brown. 
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Pale  green,  yellowish,  and  yellow-brown  garnets  are  not  invariably  grossularite  ;  some  (includ- 
ing topazolite)  belong  to  the  group  of  Irougaruet,  or  Audradite  (p.  268). 

Analyses  :  1,  Croft  (G.  Rose,  Reis.  Ural,  ii.  132) ;  2,  T.  Wachtmeister  (Ak.  H.  Stockh.  1823) ;  '\ 
T.  S.  HuDt  (Rep.  G-  Can.,  1847,  447,  and  also  IsGo,  490);  4,  K  v.  IvanofF  (Koksoh.  Min.  Rus.s1., 
iii.  79);  5,  Wachtmeister  (L  c.) ;  6,  Karsten  (Karst.  Arch.  Min.,  iv.  3Ss) ;  7,  Klaproth  (Beitr.,  iv. 
319,  V.  138);  8,  Arfvedson  (Ak.  H.  Stockh.,  1,^22,  87);  9,  C.  Gmeliu  (Jahresl).,  v.  224) ;  10.  Klap- 
roth(l.  c);  11,  Karsten  (L  c.) ;  12,  Xordenskiold  (Schw.  J.,  xxxl  38o) ;  io,  Richter  (Ber.  Ges. 
Leipsic,  1858,  99);  14,  Pisani  (C.  R.,  Iv.  210): 


Ai 

re 

Fe 

Mn 

Mg 

Pa 

i^a 

1. 

Urals,  whiie 

36'S6 

24-19 

6  1  io  =  yo  lu  uroic. 

2. 

Tellcmark,  u'h. 

39-60 

21-20 

200 

3-15 

32-30=98-25  Wacht. 

Orford,  Can.,  ivJdte 

38-60 

22-71 

1-60 

0-49 

34-83,    Na  0  47,   K  ix.,  ien. 

.  1-1  Orr 99-80  Iluut 

4. 

Sliidianka  R.,  Gross. 

40-99 

14-90 

10-94 

0-98 

3  2-94=100-75  Ivanof. 

5. 

Wilui 

40-55 

20-10 

5-00 

0-48 

34  86=]00-0;)  AVaelit. 

6. 

I,  (( 

38-25 

19-35 

7-:;  3 

0-50 

2-40 

31-75  =  99-58  Karsten. 

7. 

u  <( 

44-0 

8-5 

lL-0 

tr. 

;-;3-5  =  9S  Kiaprotli. 

8. 

Malsjo,  Cin. 

41-87 

2U-57 

3-98 

0- 

39 

33-94=100-70  Arfved, 

9. 

Ceylon,  " 

40-01 

23  00 

3-07 

30-57,    Ii   0-59,  ign.  0-33  = 

'98-'l7  Gmelin. 

10. 

38-80 

21-20 

6-oO 

31  •25  =  97-75  Klaproth. 

11. 

St.  Gothard,  » 

37-82 

19-70 

5-95 

0-15 

4-15 

31-35=9t'-l2  Karsten. 

12. 

Romanzocite 

41-21 

24-08 

7-02 

0-92 

24-7f^,ign.  A:lus:>  :-.'-  =  100X. 

13 

Traverseila,  dark  red 

39-99 

17-98 

6-45 

2  76 

32-70  =  99->S  lliditor. 

14. 

Elba,  octahed. 

39-38 

16-11 

8-65 

tr. 

1-00 

36-04,  ign.  O'o  1  =  101-49  P. 

In  anal.  3,  G.=3-522-3-536  ;  anal  4,  G.=3  427. 

B.  Jlagnesia-Alurninagarnet;  Pyrope.  (Carbiincnli  Carchedonii  in  Boemorum  agris  Agric, 
Foss..  272,  1546.  Bohemian  Garnet.  B  )hmiccher  Granat  (as  a  distinct  sp.)  V\Wn.,  Jltrgm.  J., 
424,  1789;  Klapr.,  i.  16,  ii.  21.  Pyrop  Wern.,  ISUO,  Ludw.  Wern.,  i.  48,  1803.  Karfuukol  (J^^rm., 
Escarboucle  pt.  Fr.)  A  silicate  of  alumina,  with  various  protoxyd  bases,  among  which  magnesia 
predominates  much  in  atomic  proportions,  while  in  smaU  proportion  in  other  garnet,  or  absent. 
Formula  (Mg,  Ca,  Fe.  iln)^-J-i  Al)"  Si^.  The  original  pvrope  is  the  kind  containing  chmme.  In 
the  analysis  of  the  Arendal  magnesia-garnet,  Mg  :  Ca  :  Fe-!-Mn  =  :-!  :  1  :  2 ;  and  the  ratio  of  the 
magnesia  to  the  other  protoxyd  bases  is  1  :  1.  In  Moberg's  analysis  of  the  chromiferous  pyrope, 
which  is  considered  the  best.  Ma- :  Ca  :  Fe  +  Mn  :  ("r  =  3  :  0-75  :  1-33  :  0-57  ;  and  Mg  :  Oa  +  Fe 
+  Mu  +  Cr=l  :  0-87.    G.  =  3-7— 3-72,  Breith. ;  3-78,  Mohs;  3-738  (anal.  18),  (Seuth. 

Analyses:  15,  Wachtmeister  (1.  c);  16,  Kobell  (Kastn.  Arch.  Xat.,  v.  165,  vhi.  447,  ix.  344); 
17,  Moberg  (J.  pr.  Ch.,  xhii.  122);  18,  F.  A.  Genth  [A.m.  J.  Sci.,  II.  xxxiii.'  196);  19,  Zilliacus 
(Ramm.  Min.  Ch.,  695) : 

Si      ^1      Fe     Fe        Mn    Mg  Ca 

15.  Arendal,  black       42-45  22-47    9-29       6-27  13-43  6-53  =  100-44  Wacht.    G.  =  3-157. 

16.  Fyro2)e  42-08  20-00  1-51     9-n9  MnO-32  10-20  1-99,  Cr  3*0 1  =98-i  >  Kobell 

17.  41-35  22-35    9-94       2-59  15-00  5-29^  Cr  4- 1 7  =  100-rl9  jloberg. 

18.  Santa  Fe,  N.  Mex.  42-11  19-35    14-87       0-36  14*01  5-23,  ^r  2-62,  ign.  •)-45.=  99  Genth. 

19.  Miesmaki,  FinL     41-56  19-84  5-33    4-37    22-00  4-25,  ^"r  0*35,  ign.  1-58  =  99-28  Z. 

The  name  pyrope  is  from  -vowt^?,  fire-like. 

C.  Tron-Aluminagarnet;  Almaxdite.  (Precious  or  Oriental  Garnet.  Orientalischer  Granat, 
Sirianischer  (fr.  Siriam  in  Pegu)  Granat  Klapr.,  Beitr.,  ii.  22,  1798.  Alamandhi  (Alabandicus 
Plin.)  Kord.,  Tab.,  20.  69,  1800.  Common  Garnet  pt.  _  Fahlungranat  Btrz.,  Lohthr )  A  sihcate 
mainly  of  alumina  and  protoxyd_  of  iron;  formula  (^  Fe^-i-^  Al)'-  Si^=Silica  36-1.  alumina  20-6, 
protoxj-d  of  iron  43-3  =  l<)0;  or  Mn  may  replace  some  of  the  Fe,  and  Fe  part  of  the  Al.  Color 
fine  deep-red  and  transparent,  and  then  called  jore'Jio?^^  garnet;  also  brownish-red,  and  translucent 
or  subtranslucent,  coniraon  garnet;  black,  and  then  referred  to  var.  luelouite.  Part  of  common 
garnet  belongs  to  the  Andradite  group,  or  is  irongarnet.  The  Alabandic  carbuncles  of  Pliny  were 
so  called  because  cut  aud  poUshed  at  Alabanda.  Hence  the  name  aimandine,  now  in  use.  Piiny 
describes  vessels  of  the  capacity  of  a  pint,  formed  from  carbuncles,  ''  non  claros  ac  plerumqutj 
sordidos  ac  semper  fulgoris  horridi,"  devoid  of  lustre  and  beauty  of  color,  which  probably  were 
large  common  garnets  of  the  latter  kind. 

iUialyses:  20,  Hisinger  (^Schw.  J.,  xxi.  258);  21,  22,  Kobell  (ib.,  h:iv.  283);  23-25.  Karsteu 
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(1  c);  26-28,  Wnclitmeister  (1.  c.);  29,  Klaproth  (Beitr.,  ii.  22,  v.  131);  30,  W.  Wachtmeislel 
(Jahresb.,  xxv.  364);  SI,  Balir  (ib.);  32,  Besnard  (Jaliresb.,  1849,  745) ;  33,  34,  JMaUet  (J.  G.  Sci. 
Dub].,  Ramm.  5th  SuppL,  125);  35,  W.  J.  Taylor  (Am.  J.  Sci.,  II.  xix.  20);  36,  C.  A.  Kurlbaurc 
(ib.);  37,  Kjerulf  (J.  pr.  Ch.,  Ixv.  192);  38.  89,  T.  Wachtmeister  (1.  c);  40,  Moberg  (J.  pr.  Ch., 
xliii.  122);  41,  Piitzer  (Ramm.  Min.  Ch.,  695): 


Si 

Al 

Fe 

Fe 

Mn 

Mg 

Ca 

20.  Fahlun,  Almand. 

39-66 

19-66 



39-68 

1-80 



 : 

=  100-80  Hising. 

21.  ZiUerthal,  bn. 

39-12 

21-08 

6-00 

27-^8 

0-80 



5-76: 

=  100-04  Kobell. 

22.  Hvmgary,  prec. 

23.  ZiUerthal,  " 

40-56 

20-61 

5-00 

32-70 

1-47 



 : 

=  100-34  Kobell. 

39-62 

19-30 



31-05 

0-85 

2-00 

3-28 

=  99-10  Karsten. 

24.  Ohlapian 

37-15 

18-08 



31-30 

0-30 

10-15 

0-36 

=  97-34  Karsten. 

25.  Greenland 

39-85 

20-60 



24-85 

0-46 

9-93 

3-51: 

=  99-20  Karsten. 

26.  Engso,  dull  red 

40-60 

19-95 



33-93 

6-69 



 . 

=  101-17  Wacht. 

27.  N.  York 

42-51 

19-15 



33-57 

5-49 



1-07: 

=  101-79  Wacht. 

28.  Norway 

52-11 

18-04 



23-54 

1-74 



5-78: 

=  101-20  Wacht. 

29.  Oriental 

35-75 

27-25 

32-33 

0-25 

=  95-58  Klapr. 

30.  Garpenberg 

39-42 

20-27 

24-82 

7-51 

3-69 

2-63: 

=  98-34  Wacht. 

31.  Brena,  Westm. 

37-16 

19-30 

37-65 

3-19 

2-03 

0-90 

=  100-23  Bahr. 

32.  Albernreit,  bnh.-r. 

38-76 

21-00 

32-05 

6-43 

3-95 

=  102-19  Besn. 

33.  Wicklow,  black 

35-77 

19-85 

38-07 

5-04 

=  98-73  MaUet. 

34.  KiUiney,  brown 

37-80 

21-13 

34-83 

4-46 

1-53= 

=99-75  Mallet. 

35.  Yonkers,  N.  Y.,  irp. 

38-32 

21-49 

30-23 

2-46 

6-29 

1-38: 

=  100-17  Taylor. 

36.  Delaware  Co.,  Pa.,  trp. 

40-15 

20-77 

26-66 

1-85 

8-08 

1-83: 

=99-34  Kurlbaum. 

37.  Oravitza 

37-52 

20  01 

36-02 

1-29 

2-51 

0-89: 

=  98-23  Kjerulf. 

38.  HaUandsaos,  duU  red 

41-00 

20-10 

28-81 

2-88 

6-04 

1-50: 

=  10u-33  Wachtm. 

39.          "  " 

42-00 

21-00 

25-18 

2-37 

4-32 

4-98: 

=  99-85  "Wachtmei  St. 

40.  Abo,  rdh.-bn. 

40-19 

2017 

35-27 

0-99 

4-98 

0-50: 

=  102-10  Moberg. 

41.  Brazil,  massive 

37-23 

15-22 

6-73 

26-76 

3-40 

3-14 

4-31: 

=96-79  Piitzer. 

In  anal.  26,  G.=4-236;  anal.  27,  3-90;  anal.  33.  4*196;  anal.  38,  4-188;  anal  39,  4-043;  anal 
40,  3-86. 

D.  Manganese-Aluminagarnei ;  Spessartite.  (Granatformiges  Braunsteinerz  (fr.  Qpessart) Klapr., 
Beitr.,  ii.  239,  1797  =ErauDSteinkiesel  (near  Garnet)  Karst ,  Tab.,  20,  69,  1800.  Manganesian 
Garnet  (fr.  Haddam)  yS'e?/6e?%  Am.  J.  Sci.,  vi.  155,  1823.  Mangangranat  Germ.  Broddbogranat 
Berz.  Spessartiue  Beud.,  52,  1832.)  Color  dark  hyacinth-red  (fr.  Spessart),  sometimes  with  a 
shade  of  violet,  to  brownish-red.  (>.=3-7— 4-4;  fr.  Spessart  3  6,  Klapr.;  fr.  Haddam  4-128,  Sey- 
bert;  fr.  Broddbo  4-575,  d'Ohsson;  fr.  Miask  4  38,  Lissenko. 

Analyses:  42,  H.  Seybert  (Am.  J.  Sci.,  vi.  155,  1823);  43,  Ramraelsberg  (J.  pr.  Ch.,  Iv.  487); 
44,  d'Ohsson  (Schw.  J.,  xxx.  346);  45,  Lissenko  (Koksch.  Min.  Russl.,  iii.  23u);  46,  Klaproth 


(Beitr.,  u.  244) : 

^1 

Fe 

Mn 

Mg 

Oa 

Si 

42.  Haddam,  Ct. 

35-83 

18-06 

14-93 

30-96 

 =99-78  Seybert. 

43. 

36-16 

19-76 

11-10 

3218 

0-22 

0-58  =  1 00  Ramm. 

44.  Broddbo 

39-00 

14-30 

15-44 

27-90 

 gn  1-00=97-64  D'Ohsson. 

45.  Miask 

36-30 

17-48 

14-32 

30-60 

0*51  =  99-21  Lissenko. 

46.  Spessart 

35  00 

14-25 

14-00 

35-00 

 =  98-25  Klaproth. 

In  anal.  42,  G.=4-128  ;  anal.  43,  4-275  ;  anal.  45,  4-38. 

E.  Lime- Iroyigar net ;  Akdradite.  (Common  Garnet,  pt.  AUochroite  (from  Drammen  and  Feirin- 
geu.  Norway)  d^Andrada,  J.  de  Phys.,  li.  243,  1800,  Scherer's  J.,  iv.  32.  Black  Garnet;  Melanit 
(fr.  Frascati)  Wern.,  1800,  Ludw.  Wern.,  i.  48,  64,  1803  Aplome  K,  Tr.,  iv.  239,  1801.  Kolopho- 
nit  d'Andrada ;  Simon,  Geal.  J.,  iv.  4o5,  18  >7.  Grenat  resinite=Colophonite  IT.,  Cours  1«04, 
Lucas,  Tabl,  265,  1806;  Pech-Grana t  ^ars^..  Tab.,  32,  89,  1808.  Topazolite  (fr  Ala)  Bonvoisin,  J; 
de  Phys.,  Ixii.  1806.  Pyreneit  (fr.  Pyrenees)  Wern.,  1811-12,  HofiTm.  Min.,  ii.  373,  1815.  Kalk- 
granat  Berz.,  LOthr.  Granat  v  Longbau  Boihof,  Afh.,  iii.  329, 1810;  Rothoffite  Berz.,  N.  Syst.  Min., 
218,  1819.  Polyadelphite  (fr.  Franklin,  N.  J.)  thorn.,  >Iin.  i,  154,  1836.  Jelletite  (fr.  Mt.  Rosa)  Ap- 
jolin,  J.  G.  Soc,  Dublin,  v.  1 19,  1853.  Yttergranat  (fr.  Norway)  Bergeviann,  Sitz.  Ges.  Bonn.,  July, 
1854.)  Colors  various,  including  wine-,  topaz-,  and  greenish-yellow  (topazolite),  apple-green;  brown- 
ish-red, brownish-yellow;  grayish-green,  dark  green;  brown;  grayish-black,  black.  G  =3-64—4. 

Named  Andradite  by  the  author  after  the  Portuguese  mineralogist,  d'Andrada,  who  described 
and  named  the  first  of  the  included  subvarieties,  AUochroite.  The  included  kinds  vary  so  widely 
in  color  and  other  respects  that  no  one  of  the  names  in  use  will  serve  for  the  group. 


UNISILICATES. 


2G9 


Chemically  there  are  the  following  subvarieties :  1.  Simple  Lime  Trongarnet  in  which  the  pro* 
toxyds  are  wholly  or  almost  wholly  lime.  Includes  :  (a)  Topazolite,  having  the  color  and  trans- 
parency of  topaz,  and  also  sometimes  green  ;  although  resembUug  essonite,  Damour  has  shown 
that  it  belongs  here,  [b)  Colophonite,  a  coarse  granular  kind,  brownish-yellow  to  dark  reddish- 
brown  in  color,  resinous  in  lustre,  and  usually  with  iridescent  hues ;  named  after  the  resin  colopJwny. 
(c)  Melanite  (named  from  /itAa.,  h  ack).  black,  either  dull  or  lustrous  ;  but  all  black  garnet  is  not  here 
included.  Pyreneite  is  grayish-l)lack  melanite  :  the  original  afforded  Vauquelin  4  p.  c.  of  water, 
and  was  iridescent,  indicating  incipient  alteration,  {d)  Dark  green  garnet,  not  distinguishable 
from  some  allochroite,  except  by  chemical  trials.  Jellttiie  is  green  garnet,  light  or  dark,  and  yel- 
lowish-green, from  the  moraine  of  the  Findel  glacier  near  Zermatt,  Mt.  Rosa ;  named  after 
Jellet,  one  of  the  describers  of  it. 

Caldarite,  a  mineral  from  Nepaul,  India,  is  said  to  be  nothing  but  massive  garnet ;  but  whether 
belonging  to  this  group  or  iiot  is  not  stated. 

2.  Maaganesian  Lime-Irongarnef.  [a)  Rotlioffite.  The  original  allochroite  was  a  manganesian 
irongarnet  of  brown  or  reddish-brown  color,  and  of  fine-grained  massive  structure.  The  Roth' 
ajjite,  from  Longban,  first  analyzed  by  Rothoff.  is  similar,  with  the  color  yellowish-brown 
to  fiver-brown.  Other  common  kinds  of  manganesian  irongarnet  are  light  and  dark,  dusky  green 
and  black,  and  often  in  crystals.  Thomson's  Polyadelpldtt  was  a  massive  brownish-yellow  kind, 
from  Franklin,  N.J.  (anal.  66,67).  The  same  locality  aftbrds  another  in  dark  green  crystals, 
containing  stifi  more  manganese. 

[h)  Aiilome  has  its  dodecahedral  faces  striated  parallel  to  the  shorter  diagonal,  whence  Haiiy 
inferred  that  the  fundamental  form  was  the  cube;  and  as  this  form  is  simpler  than  the  dodecahe- 
dron, he  gave  it  a  name  derived  from  'nTrXdos  simple.  Color  of  the  original  aplome  (of  unknown 
locality)  dark  brown  ;  also  found  yellowish-green  and  brownish-green  at  Schwarzenberg  in  Saxony, 
and  on  the  Lena  in  Siberia. 

3.  Yttriferoiis  Lime-Irongarnet ;  Yttergarnet.  Contains  several  p.  c.  of  yttria  (anal.  'To);  G.==3*88, 
Bergemann ;  B.B.  infusible. 

Analyses  :  47,  Hisinger  (Jahresb.,  ii.  101) ;  48,  Seybert  (Am.  J.  Sci ,  v.  118) ;  49,  Karsten  (1.  c.) ; 
50,  Bredberg  (Ak.  H.  Stockh.,  1822,  i.  63);  51,  Bucholz  (Scherer's  N.  J.,  iv.  172);  52-57,  Wacht- 
meister  (1.  c);  58,  Thomson  (Ann.  Lyc.  N.  Y.,  iii.  9,  1829);  59,  Vauquefin  (J.  de  Phys ,  1.  94); 
60,  Klaproth  (Beitr.,  v.  168);  61,  Karsten  (1.  c.) ;  62,  Damour  (L'Institut,  No.  1198,  Dec. 
1W56);  63,  Ebelmen  (Ann.  d.  M.,  IV.  vii.  19);  64,  W.  Fisher  (Am.  J.  Sci.,  II.  ix.  84);  65,  Bahr  ( J. 
pr.  Ch.,  liii.  812);  66,  Weber  (Kamra.  5th  Suppl.,  193);  67,  Baumann  (ib.);  68.  D.  Forbes  (Edinb. 
N.  Ph.  J.,  II.  iii.);  69,  70,  N.  v.  Ivanof  (Koksch  Min.  RussL,  iii.  79);  71,  Tschermak  (Jahresb., 
1860,  766);  72,  E.  K.  Granqvist  (Koksch  Min.  RussL,  iii.  32);  73,  A.  Stromeyer  (Jahresb.  Han- 
over, xiii.  28,  1864);  74,  Rose  (Karst.  Tab.,  3:^);  75,  Bergemann  (Sitz.  G-es.  Bonn,  July,  1854); 
7b,  Wright  (J.  G.  Soc,  Dublin,  v.  119,  Ann.  d.  M.,  Y.  iu.  707) ;  77,  Damour  (1.  c.) ;  78,  v.  Merz  (Nat. 
G^s.  Zurich,  vi.) ;  79,  Karavaief  CKoksch.  Miu.  RussL,  iii.  34): 


Si 


47.  Westmanland  37*55 

48.  Willsboro',  Cohph.  38*00 

49.  Schwarzenberg,  gn.  36'85 

50.  Sala  36-62 

51.  Thuringia,  'brown  34*00 

52.  Longban,  yw.  35*10 

53.  Altenau,  Aplome  35*64 

54.  Hesselkulla,  bn.  37*99 

55.  "         gn.  38-13 

56.  Arendal,  bnh.-bk.  40*20 

57.  Yesuvius,  bn.  39*93 

58.  Frankhn,  N.  J.,  bn.  33*72 

59.  Frascati,  black,  Mel.  34'0 

60.  "          "  35-5 

61.  "          "  34*60 

62.  "  "  35-84 
68.  Beaujeu     "  36*45 

64.  Franconia,  N.  H.,  bk  38*85 

65.  Gustafsberg,  G.  =  3*6  37*80 

66.  Polyadelphite  34*88 

67.  "  35*47 

68.  Stokoe,  green        (|)  34*40 


^1 

3Fe 

Fe 

Mn 

Mg 

31*35 

4-70 

6*00 

28*06^ 

4-05 

25-35 

0-95 

7*53 

22*18 

1*95 

2-00 

27*84 

315 

29-10 

7-08 

30*00 

3-02 

2-71 

28*53 

1-62 

7*32 

19-42 

3  30 

6*95 

20*50 

4*00 

13*45 

10*95 

3-35 

1*40 

7*97 

17*64*^ 

16-70 

6*4 

25*5 

6*0 

26-0^ 

4*55 

28-15 

0*65 

6*24 

28*12 

1-04 

2*06 

29-48 

0-28 

0*06 

28-15 

11-18 

15*66 

4-97 

0*13 

tr. 

1*12 

28-73 

8-82 

1-42 

3-10 

28*55 

5-41 

2-13 

9*46 

20-43 

2-40 

tr. 

^  Determined  as  protoxyd. 


Ca 

26*74=100-34  Hisinger. 
29  00,  H  0*33  =  101-39  Seyb. 

32-  32=199-52  Karsten. 
31*80=100-08  Bredberg. 

30-  75,  H,  Cu  4-25  Bucholz. 
26*91,  K  0*98  =  99-17  Wacht. 
29*21,  K  2*35  Wacht. 
30*74=100-59  Wacht. 

31-  65  =  99*82  Wacht. 

29-  48  =  101*13  Wacht. 
31*66=100-94  Wacht. 
25*88,  H  0*08  =  101*99  T. 

33-  0  =  98-9  Yauquelin. 

32-  5,  Mn  0-4=100  4  Klapr. 

31-  80  =  99*75  Karsten. 
32*72,  Ti  1-04=100  Damour. 

30-  76,  ign.  0-96  Ebelmeu. 

32-  00=99  Fisher. 
30-28=100-02  Bahr. 
24*05=98-97  Weber. 
26-74=101*40  Baumann. 
31*38,  Na  &los3  1*93  =  100  F 


270  OXYGEX  COMPOrXDS. 


Si 

^1 

3Pe 

Fe 

Ca 

69. 

Schischimsk  Mts. 

85-21 

ir. 

34-11 



ir. 



30-96  =  10O-28  Ivanof. 

10. 

Acliraatovsk 

37-22 

6-04 

24-81 



ir. 

0-49 

31-07  =  99-63  Ivaiiof. 

71. 

Dobscliau,  green 

38 

3 

28 





2 

30-=  101  Tschermak. 

72. 

Pitkaranta,  Inh.-gn. 

37-79 

12-39 

21-45 



0-83 



30-78=103-24  Granqvist. 

73. 

Arkansas 

31-25 

3 1  -80 

046 

33-30,  Ti  3-19  =  l()0  Strom. 

74. 

Drammeu,  Allochr. 

37-00 

5  00 

18-50 

6-25 

80-00  =  96-75  Rose. 

75 

Norway,  Z)A'.,  yttrif. 

34-94 

ir. 

30-01 

1-09 

0-50 

26-04,  y  6-66=99-24  Bcrge. 

76. 

Mt.  Rosa,  Jelletiie,  gn. 

38-09 

33-41 

28-61  =  100-11  Wricrht. 

77. 

Zennatt,      "  &o«^e-on.  3H-03 

1  24 

30-05 

(1-54 

32-14  =  100  Damour, 

78. 

"          "  light  gn. 

3G-24 

0-56 

30-53 

0-35 

32-38  =  100-06  Merz. 

79.  Bosgolovsk,  ywh.-bn. 

35-37 

0-53 

31-49 

0-29 

0-54 

32-50=100-72  Karavaief. 

In  anal.  52,  G.  =  3-965;  anal.  53,  G.  =  3-871;  anal.  56,  G.=3-665;  anal.  68,  G.  =  3-64,  from  the 
Brevigfiord  with  brevicite ;  anal.  69,  G.  =  3-798;  anal.  71,  G.  =  3-T2,  in  serpentine;  anal.  73  was 
made  on  a  mineral  erroneously  called  schorlamite ;  anal.  75,  G.=3-88,  H.  =  5  ;  anal  77,  G.=3-85. 

F.  Lime:Jfagnesia  Irongarnet;  Bbedbergite.  A  variety  from  Sala,  Sweden,  is  here  included. 
Formula  (i  Ca^+|  Ug^f  Si'+¥^e^  g;'=Silica  37-2,  peroxj^d  of  iron  33-1,  magnesia  12-4,  lime  17*3 
=  100.  It 'corresponds  under  Irongarnet  nearly  to  aplome  under  Aluminagarnet.  Analysis  by 
Bredberg  (Ak.  H.  Stockh.,  i.  63,  1822): 

Si         3^1         Pe         Sig  Ca 
80.  Sala       36-73       2-78       25-83       12-44       21-79  =  99-57 

G.  Lime  Chromegarnei;  Ouyarovite.  (UwaroAvit  ffess.,  Pogg.,  xxiv.  388,  1_S32_)  A  sihcate 
of  lime  and  sesquioxyd  of  chromium.    Formula  (|  Ca^  +  -i- €r)^  Si^=(Ca^)^  Si^+€r"  Si^. 

In  the  Ural  variety,  a  fourth  of  the  oxyd  of  chromium  is  replaced  by  alumina ;  that  is,  3^1 :  €r 
=  1  :  3  nearly.  Color  emerald-green.  H.  =  7-5.  G.  =  3-41  — 3-52.  B.B.  infusible  ;  with  borax  a 
■^lear  chrome-green  glass.  Named  after  the  Russian  minister,  Uvarof  Analyses:  81,  Komonen 
(Verb.  miu.  Ges.  St.  Pet.,  1841.  55);  82,  Erdmann  (Jahresb.,  xxiii.  291,  Ramm.  Min.  Ch.,  697); 
83,  Damour  (L'Institut,  1856,  No.  1198) ;  84,  T.  S.  Hunt  (Rep.  G.  Can.,  1863,  497): 


Si 

3^1 

3Fe 

€r 

Fe 

]Slg 

Ca 

81.  Bissersk 

37-11 

5-88 

22-54 

2-44 

1-10 

30  .34,  li  1-01  =  100-42  K. 

82.  " 

36-93 

5-68 

1-96 

21-84 

1-54 

31-63,  Cu  ^r. =99-58  E. 

83. 

35-57 

6-26 

23-45* 

33-32  =  98-50  Damour. 

84.  Orford,  Can. 

36-65 

17-50 

6-20 

4-97 

0-81 

33-20,  li  0-30  =  99-63  H. 

*  Includes  some  Fe'^  0^ 

Garnet  usually  contains  no  water,  or  only  a  trace  of  it,  and  thus  differs  from  the  related 
'docrase.  The  grossularite  from  Wilui  afforded  G.  Magnus  only  0-12  p.  c. ;  the  cinnamon-stone 
of  Ala,  0-25  —  0-34;  the  almandine  of  Slatoust,  none  (Pogg.,  xevi.  347). 

In  jewelry,  the  lighter  clear  garnets  are  often  called  hyacinth.  The  yellowish  is  the  Jacinta  la 
bella;  a  yellowish  crimson,  the  Guarnaccino ;  and  another  very  similar,  Vermeille,  or  Hyacinth- 
Garnet;  the  red,  with  a  violet  tinge,  Ruhino-di-rocca,  and  also  Grenat  Syrian  (from  Syriam  in 
Pegu),  and  probably  the  Amethystizontes  of  Pliny.  The  deep  and  clear  red,  like  Burgundv  wine 
in  shade,  is  the  true  precious  garnet^  which  is  either  pyrope  or  almandite.  The  ancient  name 
avQo'il.1  meaning  a  burning  coal,  alludes  to  the  internal  fire-like  color  and  reflection,  and  was 
applied  also  to  some  ruby.  The  Latia  name  carbunculus,  from  carbo,  coal,  has  the  same  significa- 
tion. 

Pyr.,  etc. — Most  varieties  fuse  easily  to  a  light-brown  or  black  glass;  F.=3  in  almandite, 
Bpessartite,  grossularite,  and  allochroite ;  3-5  in  pyrope ;  but  ouvarovite,  the  chrome-garnet  from 
Canada  (No.  84  included),  is  almost  infusible,  r.  =  6.  Allochroite  and  almandite  fuse  to  a  mag- 
netic globule.  Reactions  with  the  fluxes  vary  with  the  bases.  Almost  all  kinds  react  for  iron  ; 
strong  manganese  reaction  in  spessartite,  and  less  marked  in  other  varieties ;  a  chromium  reac- 
tion in  ouvarovite,  and  in  most  pyrope.  Some  varieties  are  partiaUy  decomposed  by  acids ;  all 
except  ouvarovite  are  after  ignition  decomposed  by  muriatic  acid,  and  generally  with  separation 
of  gelatinous  silica.    Decomposed  on  fusion  with  alkaline  carbonates. 

A  brownisli-rcd  Arendal  garnet,  hanug  G.  =4-058,  was  reduced  by  heating  to  G.=4-046,  and 
by  fusion  to  3-596—3-204,  Church;  and  a  Ceylon  essonite,  having  G.  =  3-666,  had  G.  =  3-682 
after  heating  to  mcipient  fusion,  Church, 

Obs. — Garnet  crystals  are  very  common  in  mica  schist,  gneiss,  syenitic  gneiss  and  hornblende. 
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pud  Jilorite  schist ;  they  occur  often,  also,  in  granite,  sjonitu,  crystalline  limestone,  sometimea 
"u  serpentine,  and  occasionally  in  trap  and  volcanic  tufa  and  lava. 

Garnet  is  sometimes  found  in  the  massive  form  as  a  prominent  constituent  of  a  rock.  A  white 
variety  (Ume-aluminagaruet)  occurs,  forming,  with  a  little  serpentine,  a  whitish  garnet  rock  at 
Orford  in  Canada,  having  G.  =  3-52— 3*53.  A  similar  garnet-felsite  exists  in  Bayreuth  in 
Bavaria.  At  St.  Frangois  in  Canada  there  is  a  yellowish-white  and  greenisli-white  garnet  rock, 
consisting  of  the  same  garnet  along  with  pyroxene,  in  the  proportion,  according  to  T.  S  Hunt,  of 
57-7  2  of  the  former  to  40-71  of  the  latter,  liaving  Gr.  =  'd-^o,  and  affording  on  analysis.  Si  44*85, 
Al  HJ-7G,  ¥e  Mg  5*24,  Ca  34-38,  ign.  1-I0  =  9vr53  (Rep.  G.  Can..  1803,  496).  Eclogyte  is  a 
cjarnet-euphotide,  consisting  of  a  massive  reddish  garnet  and  grass-green  smaragdite  or  omphacite. 
These  garnet  rocks  are  all  very  tough  as  well  as  heavy  rocks. 

Many  foreign  locaUties  of  garnet  have  heeu  mentioned  in  the  preceding  pages,  under  the  head 
of  composition  and  varieties.  The  best  cinnainon-stone  comes  I'rom  Ceylon,  in  gneiss ;  Malsjo  iu 
AYermland,  in  crystalhne  hmestone ;  on  the  Mussa-Alp  in  Piedmont,  with  chuochloro  and  diopside, 
where  the  crystals  present  the  planes  I  2-2,  2-2,  ^,  3-1(9.  1;  at  Mlttaghorn,  in  Switzerland,  with 
the  same  minerals,  reddish-brown  in  color,  and  having  sometimes  the  planes  ^2  and  i;  with  /  and 
2-2  ;  pale  Isabella-yellow  at  Auerbach,  with  the  planes  2-2,  /.  3-|,  i-1,  i-'-^\  a  brownish  vaiiety 
{romanzoviie)  at  Kimito  in  Finland.  A  honey-yellow  garnet  in  octahedrons  oocurs  in  Elba.  Grossu- 
larite  of  pale  greenish  color,  comes  from  the  banks  of  the  Wilai  in  Siberia,  in  serpentine  with 
idocrase,  and  from  Cziklowa,  in  the  Bannat ;  in  white  or  colorless  crystals  in  Tellemark,  iu  Norway, 
and  the  Schischimskaja  Gora,  in  the  Ural;  also  whitish  in  a  resinopal  pseudomorph  after  coral  in 
A^an  Diemen's  Land.  Emerald-green  crystals  are  found  at  Dobschau  in  Hungary.  Ahnandite  or 
precious  garnet  comes  in  fine  crystals  from  Ceylon,  Pegu,  Brazil,  and  Greenland.  Common 
garnet  is  found  in  dodecahedrons  3  to  4  inches  through  at  Fahlun  in  Sweden,  Arendal  and 
Kongsberg  iu  Norway,  and  the  Zillerthal.  Allochroiie,  an  apple-green  and  yellowish  variety,  of 
different  shades,  occurs  at  Zermatt  in  Yalais,  in  geodes  of  crystals  iu  chlorite  schist :  lirilliant 
black  crystals  (melanite)  and  also  brown,  at  Tesuvms  on  Somma ;  and  in  a  volcanic  tufa  at  Fras- 
cati  near  Rome ;  peak  Espada  and  that  of  Ereslids  near  Bareges  in  the  Hautes-Pyrenees  [Pyrene- 
ite).  Aplome  occurs  iu  yellowish  and  brovvniish- green  crystals  at  Scliwarzenberg  in  Saxony,  and 
on  the  borders  of  the  Lena  in  Siberia.  Spesmrtite  at  Spessart  near  Asehaffenburg  iu  Bavaria ; 
iu  the  white  feldspar  of  the  granite  of  Elba,  at  St.  Marcel,  Piedmont,  in  pegmatite  at  Yilate  near 
Chanteloubo.  Haute-Ylenne ;  at  Broddbo,  near  Fahlun,  in  Sweden ;  in  a  porphyritic  trap,  near 
Ilefeld  in  the  Harz.  Pyrope  occurs  in  trap,  tufa,  and  in  the  sands  of  the  region,  near  Meronitz, 
Trziblitz,  and  Podsedlitz,  in  Bohemia,  where  alone  the  variety  used  as  a  gem  is  obtained ;  also 
at  Zobhtz  in  Saxony,  and  the  valley  of  Krems  in  Bohemia,  in  a  serpentine  rock.  Ourarovite 
is  found  at  Saranovskaja  near  Bissersk,  in  the  vicinity  of  Kyschtimsk,  Urals,  hning  cavities  or 
fissures  in  chromic  iron ;  at  Haule,  in  Rupshu,  on  chromite. 

Near  Cauterets,  the  Hautes-Pj^renees,  large  crystals  of  brown  garnet  have  a  nucleus,  easily 
separable,  of  dull  green  crystallized  idocrase ;  the  containing  rock  is  a  compact  gray  limestone. 

In  N.  America,  in  Maine,  beautiful  yellow  crystals  or  cinnamon-stone  (with  idocrase)  at  Par- 
sonsfleld,  Phippsburg,  and  Rumford;  manganesian  garnet  at  Phippsburg.  as  well  as  the  finest 
j'-ehow  garnet  iu  Maine  ;  in  mica  slate  near  the  bridge  at  "VYinilham,  ^\-ith  staurotide  ;  in  granite 
veins  at  Streaked  Mountain,  along  with  beryl;  in  large  reddish-brown  crystals  at  Buckfield.  on 
the  estates  of  Mr.  Waterman  and  Mr.  Lowe;  handsome  red  garnets  at  Brunswick.  In  X.  Ha.np., 
at  Hanover,  small  clear  crystals  in  syenitic  gneiss  ;  blood-red  dodecahedrons  at  Francoiiia.  in  geodes 
in  massive  garnet,  with  calcite  and  magnetic  iron ;  at  Haverhill,  in  chlorite,  some  1 1  iu. ;  at  War- 
ren, beautiful  cinnamon  garnets  with  green  pyroxene ;  at  Unity,  on  the  estate  of  J.  Neal,  with  actin- 
olite  and  magnetite,  and  at  Lisbon,  near  Mink  Pond,  in  mica  slate  with  staurolite ;  at  Grafton.  ^  to 

1  in,  in  diameter.  In  Vermont,  at  New  Fane,  large  crystals  in  chlorite  slate :  also  at  Ca- )0t  and 
Cavendish.  In  Mass.,  at  Carlisle,  geodes  of  transparent  cinuaraou-brown  crystals  sirailai'  to  ti-mre 
14,  with  scapolite  iu  limestone;  at  Boxborough,  similar  but  less  remarka'ole  spi  ci:.;. us  :  also  in 
gneiss  at  Brooktield  and  Brimfield;  massive  with  epidote  at  Nev\'bury,  and  in  cryr,cals  ;ir  Bedford, 
Chesterfield,  with  the  Cumraingtou  kyanite,  and  at  the  beryl  locality  of  Barre.  In  (Jomt..  tropezo- 
hedrons,  ^-1  in.,  in  mica  slate,  at  Reading  and  Monroe  ;  at  Had. lam.  ii).  of  luangauesian  uvtrner,  often 

2  in.  through,  with  clirysoSevyl;  at  Middletown  feldspar  quarry,  with  octahedral  facjs  ( -liepard);  at 
Lyme,  large  blackish-brown  crystals  in  limestone.  In  X.  York,  in  mica  slate,  iu  Dover,  Dneliess  Co., 
p.maU;  at  Roger's  Rock,  crystaUized  and  massive,  and  colophonite  of  yellow,  brown,  and  red 
colors,  abundant ;  brown  crystals  at  Crown  Point,  Essex  Co. ;  colophonite  as  a  large  vein  in 
gneiss  at  Willsboro,  Essex  Co.,  with  woUastonite  and  green  coccolite,  and  also  at  Lewis,  10  m. 
south  of  Keeseville ;  in  Middletown,  Delaware  Co.,  large  brown  cryst  ;  a  cinnamon  variety,  crys- 
taUized and  massive,  at  Amity;  on  the  Croton  aqueduct.  nearYoukers,  in  small  rounded  crystals, 
and  a  beautiful  massive  variety — the  latter,  when  polished,  forms  a  beautiful  gem.  In  Y.  Jersey, 
at  Franklin,  black,  bro\vn,  yeUow,  red,  and  green  dodecahedral  garnets ;  also  near  the  Franklin 
furnace.  In  Penn.,  in  Chester  Co.,  at  l'ennsbu:-y,  fine  dark  brown  crystals  with  polished  faces,  in 
granite ;  near  Knauertown,  at  Keims'  mine,  in  handsome  lustrous  crystals ;  at  Chester,  brown ; 
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iu  Concord,  on  Green's  Creek,  resembling  pvrope  ;  in  Leiperville.  red;  at  Mineral  Hill,  fine-brown; 
at  "Warren,  black.  In  Delairare,  cinnamon-stone  in  trapezohedrons,  at  Dickson's  quarry,  7  m. 
from  Wilmington.  Also  at  Knife  rapids  on  the  Mississippi  In  California,  green  ^ith  copper 
ore,  Hope  Valley,  El  Dorado  Co..  on  Rogers'  claim ;  also  \dth  copper  ore  in  Los  Angeles  Co.,  ic 
Mt.  Meadows;  ouvarovite,  in  crystals  on  chromite.  at  New  Idria;  iu  Alaska,  in  large  trapezohe- 
drons, near  Stickeen  river ;  pyrope,  near  Santa  Fe,  New  Mexico. 

In  Canada,  at  Marmora,  dark-red;  at  Grenville,  a  cinnamon-stone;  an  emerald-green  chrome- 
garnet,  containing  6  to  7  p.  c.  of  oxyd  of  chrome,  iu  Orford.  Canada,  in  granular  masses  and  druses 
of  minute  transparent  dodecahedral  crystals,  with  millerite  and  calcite  (anal.  82);  and  in  the 
same  vicinity  large  cinnamon-red  and  yellowish  crystals  of  garnet  along  with  pyroxene. 

The  cinnamon-stone  from  Ceylon  (called  hyacinth)  and  the  precious  garnet  are  used  as  gems 
when  large,  finely  colored,  and  transparent.  The  stone  is  cut  quite  thin,  on  account  of  the  depth 
of  color,  with  a  pavilion  cut  below,  and  a  broad  table  above  borderea  with  small  facets.  An 
octagonal  garnet  measuring  8^  lines  by  64-  has  sold  for  near  $700.  Pulverized  garnet  is  some- 
timps  employed  as  a  substitute  for  emery. 

Alt. — Garnets  containing  protoxyd  of  iron  often  become  rusty  and  disintegrated  through  the 
oxydation  of  the  iron,  and  sometimes  are  altered,  more  or  less  completely,  to  limoniie,  magneiiie, 
or  hematde.  The  action  of  waters  containing  traces  of  carbonic  acid  and  carbonates  and  silicates 
in  solution,  results  in  the  same  changes  nearly  as  wath  pyroxene,  producing  at  different  times  a 
loss,  or  alteration,  of  bases,  or  by  a  further  change  and  the  addition  of  water,  ateaiite,  serpentine, 
chlorite.  The  lime  in  the  Ume  garnets  may  be  taken  up  by  the  carbonic  acid  of  the  waters ;  and 
if  magnesia  is  combined  with  the  carbonic  acid  (forming  a  bicarbonate  *,  it  may  take  the  place  of 
the  lime,  and  thus  give  rise  to  a  serpentine  or  steatite  pseudomorph.  or  to  a  chlorite,  if  the  iron  partly 
remains.  Alkaline  carbonates  seldom  produce  the  changes,  for  alkaline  pseudomorphs  are  rare. 
An  excess  of  siUca  is  to  be  expected  in  analyses,  according  to  Bischof,  since  part  of  the  bases  are 
often  lost  through  incipient  change.    Quartz  also  occurs  with  the  form  of  garnet. 

TroUe  Wachtmeister  found  in  a  cfystallized.  reddish-brown  garnet,  having  G.  =  8-851,  from 
Klemetsaune  in  Norway,  which  was  partly  penetrated  by  a  whitish  mineral,  Si  52' 1 1,  i^l  18  03, 
Fe  23'54,  Mu  1-74,  Ca  5-77  =  101-19,  in  which  there  is  a  deficiency  of  bases,  or  what  is  equivalent, 
an  excess  of  silica,  the  oxygen  ratio  of  ba:^es  and  sihca  being  1  :  1*7,  instead  of  1  :  1.  Schill  found 
in  a  melanite  from  Kaiserstuhl,  Si  45-80,  ^1  11-00,  Fe  12-33,  Ca  22-10,  Mg  2-00,  Fe  7-1 G,  Mn  0*70 
=101*09,  giving  for  the  oxygen  ratio  of  bases  and  silica  1  :  1-34.  Sthamer  obtained  for  a  massive 
garnet,  _of  a  dark  grayish-green  color,  from  Miask,  having  a  serpentine-like  nucleus.  Si  4611, 
12-09,  iPe  13-19,  Ca  20-33,  Mg  7-36  =  99-08,  giving  for  the  oxygen  ratio  of  bases  and  silica  1:  1-3. 

Pyrope  occurs  altered  to  talc  at  its  several  localities.  A  serpentine  pseudomorph  after  garnet, 
from  Schwarzenberg  in  Saxony,  afforded  Kersten  Si  34-24,  Mg  33-28,  Fe  3-38,  Mn  0-41,  Na  0*35, 
"H.  \^ith  some  bitamen  10'62,  magnetic  iron  17*o0  =  99-78  =  82-28  serpentine  and  17-50  magnetic 
iron. 

Some  garnets  effervesce  with  acids,  from  the  presence  of  carbonate  of  lime,  which  they  have  re- 
ceived probably  through  the  action  of  waters  holding  carbonic  acid  or  bicarbonates  in  solution,  as, 
for  example,  a  black  garnet  from  Arendal,  Norway,  which  contains  both  calcite  and  epidote ;  and 
crystals  from  Tvedestrand,  which  are  wholly  calcite  within,  there  being  but  a  thin  crust  of 
garnet. 

Artif. — Melanite  garnets  have  been  obtamed  in  a  porous  glass  proceeding  from  the  fusion  of 
idocrase  (Klaproth),  and  also  of  a  melanite  from  Frascati  (v.  Kobell).  Miller  mentions  the  occur- 
rence of  garnet  in  crystals  as  a  furnace  product.  Daubree  and  Studer  state  that  crystals  of  garnet 
may  be  made  by  fusing  together  the  constituents.  Mitscherlich  has  also  obtained  garnets  arti- 
ficially (Ann.  Ch.  Phys.,  Ixii.  219). 

Tritomite  of  Weibye,  a  hydrous  species,  is  probably  related  in  composition,  as  it  is  in  form,  to 
garnet  and  helvin;  it  appears  to  give,  although  asesquioxyd  silicate,  the  garnet  oxygen  ratio  1:1. 
See  description  under  Hydrous  Silicates. 


272.  ZIRCON.  AvyKvpiov  (=Lyncurium)?  Theophr.  [Pliny  knew  of  no  stone  of  the  name  Lj-n- 
curiura,  xxxvi  13.]  Chrysolithos  ?  pt,  Plin.,  xxxvii.  42  ;  Melichrysos?  ib.,  45;  Crateritis  ?  ib., 
56.  Not  Chrysohthos  (Gemmarii  hodie  etiam  Hyacinthum  vocant)  Germ.  Jacuath,  Agric,  Fcsa., 
295,  Interpr.,  464,  15-16.  Not  Hyacinthus  Wall.,  121,  1747.-  Jargon  (in  note  acknowledging 
ignorance  of  it)  Cronst.,  42,  1758.  Jargon,  Topazius  pt.  (clarus  hyalinus,  var. /),  Wall.,  240, 
1772.  Grenat  a  prisme  quadrilatere,  etc.,  Hyacinte  (fr.  Expailly)  Faujas,  Viv.,  187,  and  Errata, 
1772.    Hyacinte  pt.  (var.  1  ;  angles  and  figs,  given)  [rest  Idocrase,  Meionite,  Harmotome]  dt 
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Lisk,  Crist.,  n'72,  ii.  1783  ;  Diamant  brut,  on  Jargon  de  Ceylan,  ib.,  ii.  229,  1783.  Zircon  (fr, 
Ceylon)  Wern.,  1783;  Karsten,  Lempe  Mag.,  iv.  99,  1787.  Zircon  (a  Silicate  of  ZIRCOXIA)  Klapr., 
Schrift.  Xat.  Fr.  Berl.,  ix.  1789,  Beitr.,  i.  203.  Zirconite.  Ostranit  Breith.,  Uib.,  1830,  Char.,  1832. 
Calyptolite  Shep.,  Am.  J.  Sci.,  II.  xii.  210,  1851.  Engelhardit  E.  v.  Hbfmann,  Koksch.  Min, 
Russl.,  iii.  150,  1858. 

Tetragonal.  6^  A  l-^=147°  22' ;  a=0-64:0373.  Observed  planes :  6^  very 
rare ;  prisms  /,  i-i ;  octahedral  1,  2,  3,  1-i ;  zirconoid,  3-3,  4-4,  5-5. 


/A  1=132°  10' 
/A  2  =  151  5f 
7a  3  =  159  48^ 
/A  1-^=112  25 


^-^Al=118°  20' 
A  1-^=122  38 
^-^  A  3-3=148  16| 
^-'^A4-4=155  8 


lAl,  pyr.,=123°  19^ 
1  Al,  ba3.,=84  19f 
1-?:a1-?,  pvr.,  =  135  10 
1  A  1-^=151  39i- 


Faces  of  pyramids  sometimes  convex.  Cleavage  :  /imperfect,  1  less  dis- 
tinct.   Also  in  irregular  forms  and  grains. 


252 


248 


249 
'1^ 


II         I  II 


2>n  251 


]i  ii 


254 


Gov.  of  Tomsk. 


255 


Ural. 


253 


Saualpe. 


H.  =  7-5.  G. =4-05— 4*75.  Lustre  adamantine.  Colorless,  pale  jellow- 
isli,  grayish,  yellowish-green,  brownish-yellow,  reddish-brown.  Streak  un- 
colored.  Transparent  to  subtranslucent  and  opaque.  Fracture  conchoidal, 
brilliant.    Double  refraction  strong,  positive. 

Var. — The  colorless  and  yellowish  or  smoky  zircons  of  Ceyloa  have  there  been  long  :Hll?d  jargofis 

18 
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in  jewelry,  in  allusion  to  the  fact  that  -wjiile  resembling  the  diamond  in  lustre,  they  were  compara- 
lively  worthless ;  and  tlience  came  the  name  zircon.    The  brownish,  orange,  and  reddish  kind? 

were  called  diKtiuctively  liijo.c  niiis — a  name  applied  also  in  jewelry 
to  some  topaz  and  lig-ht  colored  garnet.  Crystals  like  fig.  254  are 
tlie  aiirjelhardite  of  Russia.  The  crystals  from  Frederick sviirn, 
analyzed  by  Berlin  (anal.  5),  were  by.  mistake  called  Erdmannite. 
Minute  dark  brown  and  greenish-brown  crystals  from  the  chryso- 
beryl  locality  at  Haddam,  Ct..  are  the  ca'ijptoUte  of  Shepard,  probably 
an  altered  variety,  like  ostranite,  malacone.  etc.  (see  beyond).  Fig. 
257  represents,  of  actual  form,  a  crystal  from  Warren  Co.,  N.  Y., 
which  is  chesnut-browii  about  some  of  the  angles  las  marked  by  dot- 
ted lines),  and  the  rest  grayish-white;  others  from  the  region  have 
stripes  of  color  parallel  to  the  edges  of  3-3  ;  the  planes  3-3  and  3  are  in 
part  wanting. 

For  crystals  from  Stockholm  G.=4  072— 4-222,  Svanberg;  fr. 
Ilmeu  Mts.,  4  599,  4-610,  id.;  fr.  Ceylon,  4-68 1 ,  id. ;  4-721,  Cowry; 
-r  1     1        vr  Y  Fredericksvdrn,  4*2,  Berhn ;  from  Buncombe  Co.,  N.  C\,  4*607, 

douubuur^.  .N.  I.  Chandler;  fr.  Litchfield,  Me.,  4-7,  Gibbs;  fr.— ?  4'615-4-71,  Henne- 
berg;  fr. Grenville,  Canada,  4-625— 4-602,  T.  S.  Hunt;  fr.  Reading,  Pa.,  4-595,  Wetherill. 

The  crystals  liave  but  sliglit  variations  in  angle.  Kokscbarof  deduced  (Min.  Russl..  iii. 
19")  for  the  Ural  crystals  1  l  —  \  r^'^  19'  84"  and  84°  19'  46";  which  agree  very  closely  with 
his  measurements  (iii:!  20  21")  and  those  for  the  mineral  by  Kupffer  (Preisschrift,  etc.),  who 
obtained  123^  20'  8".  For  the  engelhardite  Kokscharof  obtained  31"  2r45  '.  H.  Dauber  found 
for  crystal-,  from  Miask  123"  20'  18  '  (Pogg..  cvii.  275,  185n);  from  five  from  PfitS3hthal,  123' 
20'  4(V';  from  three  crystals  fr.  Frederick  sviirn,  123°  2<)'  3:-i";  from  a  Ceylon  crystal,  123°  19'  50". 

Comp.—Zr  Si  =  Silica  33,  zirconia  67  =  lo0.  Analyses:  1,  Kiaproth  (Beitr.,  v.  126);  2,  Yau- 
queliu  (Haiiy's  Min.,  18nl);  3,  lierzehus  (Ak.  H.  Stockh.,  I824i;  4,  Wackernagel  (Ramm.  Min. 
Ch.,  890);  5,  Berlin  (Pogg.,  Ixxxviii.  162);  6,  Henneberg  (J.  pr.  Ch.,  xxxvih.  5o8);  7,  Yanuxera 
(J.  Ac.  Philad.,  iii.  59);  8,  C.  F.  Ctiaudler  (Am.  J.  Sci.,  11.  xxiv.  131);  9,  W.  Gibbs  (Pogg,  Ixxi. 
539);  l<i.  AVetherill  (Trans.  Am.  Phil.  Soc.  PhUad.,  x.  346,  Am.  J.  Sci.,  xv.  443^  ;  H,  T.  S.  Hunt 
(Am.  J.  Sci.,  II.  xii.  214): 


Ceylon 

"  Hyacinth 
Expailly 
Fredericksviirn 

? 

Buncombe  Co.,  X.  C. 

Litchfield,  Me. 
Reading,  Pa. 
Grenvilie,  hroion 


Si 

Zr 

^e 

Ca 

32-5 

64-5 

1-5 

 =98-5  Kiaproth. 

32-0 

64-5 

2-0 

 =98-5  Yauquelin. 

83-48 

67-16 

 =l()0-64  Bcrzclius. 

34-56 

66-76 

tr. 

 =  1 01-82  Wackernagel.  ■ 

33-43 

65-97 

0-70 

 =r  100- 10  Berlin. 

8:^-85 

64-81 

1-55 

0-88 

 =101-09  Henneberg. 

32-08 

67-07 

 =99-15  Yanuxem. 

33-70 

65-30 

0-67 

0-41  =  100-08  Chandler. 

35-26 

03-:-;  8 

0-79 

 ,  undec.  0-:-.6  =  99-74  Gibbs. 

3407 

63-50 

2-1.2 

0-5' 1=100-09  WetheriU. 

33-7 

67- 

3 

 =  101-0  Hunt. 

Kiaproth  discovered  the  earth  zirconia  in  this  species  in  1789  (Beitr.,  i.  2o8). 

Pyr.,  etc. — Infusible ;  the  colorless  varieties  are  unaltered,  the  red  become  colorless,  while 
-dark-colored  varieties  are  made  white;  some  varieties  glow  and  increase  in  density  by  ignition. 
Not  perceptibly  acted  upon  by  salt  of  phosphorus.  In  powder  is  decomposed  when  fused  with 
soda  on  the  platinum  wire,  and  if  the  product  is  dissolved  in  dilute  muriatic  acid  it  gives  the 
orange  color  characteristic  of  zirconia  when  tested  with  turmeric  paper.  Not  acted  upon  by 
acids  except  in  fine  powder  with  concentrated  sulphuric  acid.  Decomposed  by  fusion  with 
alkaline  carbonates  and  bisulphates. 

G.  before  heating  of  a  Ceylon  zircon,  4-183,  after  heating  to  redness,  4*534,  Damour;  but  for 
some  zircons  no  change,  according  to  Church;  trials,  before  and  after,  of  the  Henderson  Co, 
4-575,  4-540;  another,  ib.,  4-665,  4*665;  the  Expailly,  4-863,  4-861;  the  Frederieksvarn,.  4-489, 
4-633.    A  phosphoric  glow  after  heating,  and  the  greatest  density  after  this  glow,  Church. 

Obs. — Occurs  in  crystalline  rocks,  especially  granular  limestone,  chloritic  and  othev  schists; 
gneiss,  syenite  ;  also  in  granite  ;  sometim&s  in  iron-ore  beds. 

Zircon-syeiute  is  a  coarse  syenitic  rock,  containing  crystals  of  zircon,  with  oligoclase,  «girine, 
elaeolite,  epidote.  Crystals  are  common  in  most  auriferous  sands  (p.  6).  Sometimes  found  in  vol- 
canic rocks. 

Found  in  alluvial  sands  in  Ceylon ;  in  the  gold  regions  of  the  Ural,  near  Miask,  Beresovsk, 
Newjansk,  etc. ;  at  Laurvig  and  liakedal  in  Norway;  at  Arendal  in  Norway,  in  the  iron-mines; 
at  Frederieksvarn,  in  zircon-syenite-;  at  Ohlapian  in  Transylvania;  at  Bilin  in  Bohemia  ;  Sebnita 
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in  Saxony ;  PStsclithal  in  the  Tyrol ,  at  Expailly.  near  Le  Pny  in  France ;  in  Auvergne,  in  vol* 
canie  tufa;  at  Vesuvius,  with  ryacolite  ;  in  Scotland,  at  Scalpay,  Isle  of  Harris;  at  Strontian  ':u 
Argyleshire ;  in  the  auriferous  sands  of  the  Croghan  Kiushela  Mtn.,  Ireland ;  in  Greenland ;  at 
Santa  Rosa  in  Antioquia,  N.  Grenada ;  in  the  gold  regions  of  Australia. 

In  X.  America,  in  Maine,  at  Litchfield ;  at  Mt.  Mica  in  Paris  ;  Greenwood :  Hebron.  In  Ver- 
mont  at Middlebury.  In  Conn.,  at  Norwich,  with  sillimanite,  rare;  at  Uaddam  (calyptolite)  in 
minute  crystals.  In  N.  York,  at  Ilall's  mine  in  Moriah.  Essex  Co.,  cinnamon-red.  in  a  vein 
of  quartz ;  near  the  outlet  of  Two  Ponds,  Orange  Co.,  with  scapolite,  pyroxene,  and  sphene,  in 
crystals  sometimes  1  in.  in  length;  on  Deer  Hill,  1  m.  S.E.  of  Canterbury,  in  the  same  Co.,  crys' 
tais  abundant  of  a  deep  brownish-red  or  black  color,  and  occasionaUy  H  in.  in  length;  in  War- 
wick, at  the  southern  base  of  Mount  Eve.  chocolate-brown  crj'stals  in  limestone  and  scapolite ; 
near  Amity,  and  also  in  Monroe  and  CornwaU,  at  several  localities,  of  white,  reddish-brown,  clove- 
brown,  and  black  colors ;  at  Diana  in  Lewis  Co.,  in  large  brown  crystals  sometimes  2  in.  long, 
with  sphene  and  scapolite,  but  rare :  in  St.  Lawrence  Co.,  with  apatite,  at  Robinson's  in  the  town 
of  IIain:noiid,  near  do  Long's  Mills,  some  oi  the  crystals  II  in.  long  and  4-  in.  wide,  and  occasion- 
ally containing  a  nucleus  of  carbonate  of  lime;  also  at  Rossie  (form  /,  1,  Si;  at  Johnsburg,  in 
Warren  Co.  In  X.  Jersey,  at  Franklin ;  at  Trenton  in  gneiss.  In  Ftnn.,  near  Reading,  in  large 
crystals  in  magnetic  iron  ore  ;  at  Easton.  in  talcose  slate.  In  X.  Car.,  in  Buncombe  Co.,  on  the 
road  from  the  Saluda  Gap  to  Asheville,  upon  the  first  elevation  after  passing  Green  river,  crystals 
found  loose  in  the  soil,  and  imbedded  in  feldspar;  in  the  sands  of  the  gold  washings  of  Mc- 
Dowell Co.  (f.  253).  In  Ca  ifornia.  in  the  auriferous  gravel  of  the  north  fork  of  the  American 
river,  and  elsewhere.    In  Canada,  at  Gvenville  ;  St.  Jerome  ;  Mille  Isles. 

The  name  Ilyaciutii  was  apphod  by  tlie  ancients  to  a  bluish-violet  stone,  regarded  as  our  sapphire, 
and  was  derived  from  a  flower  (lily)  so-called  of  this  color.  [In  modern  mineralogy  a  hyacirdlv' 
color  is  reddish-orange  wiih  a  tinge  of  brown.]  Intagli  of  zircon  are  common  among  ancient  gems, 
and  the  fact  that  the  lyacurium  of  Theophrastus  was,  as  he  says,  used  for  engraved  signets,  while 
at  the  same  time  eleetric  on  friction,  and  often  amber-colored,  are  the  principal  evidence  that  it 
was  our  zircon. 

Alt. — Zircon  is  one  of  the  least  alterable  of  minerals,  as  it  contains  no  protoxyds,  and  only  the 
most  insoluble  of  peroxyds.  It  however  passes  to  a  hydrous  state,  and  is  attended  ultimately 
with  a  loss  of  siUca  and  the  addition  of  oxyd  of  iron  and  other  impurities  derived  from  infiltrating 
waters.  Auerbachite,  malacon,  oerstedlte,  tachyapha  Uie,  calyptolite^  cyrtolite,  are  probably  altered 
zircon. 

The  following  tetragonal  zircon-like  minerals  are  probably  altered  zircon.  They  afford  E.B. 
more  or  less  water: 

272A.  Malacox.  (Malakon  Scheerer,  Fogg.,  Ixii.  43G,  1845.)  1  A  1  =  121:°  40'  to  124=  57', 
and^>8'30  .  H.=:6-5.  G.  =  3'9— 4-047.  Lustre  vitreous  to  subvitreous.  Color  brown,  powder 
reddish-brown  or  uncolored.  From  Hitteroe  in  Xorway  ;  and  Chanteloabe,  Haute  Vienne,  occur- 
ring in  thin  plates,  over  3  to  4  mm.  thick,  and  occasionally  with  crystals  on  their  surface.  Named 
from  fia\uK(H,  soft. 

27 2B.  Cyrtolite,  (Malacone,  Altered  Zircon,  J.  P.  Cooke,  Am.  J.  Sci.,  xliii.  228;  Cyrtolite 
TT^  /.  K7iowlton,  ib.,  xliv.  224.)  Form  as  in  f.  258,  with  the  pyra- 
midal planes  convex.  H.  =  5  — 5-5;  after  ignition  7  —  7-5,  Cooke. 
G.  =  H-98— 4  04,  Cooke;  3  85,  3-97,  Knowlton.  Lustre  somewhat 
adamantine.  Color  b^o^\^lish-red  ;  powder  the  same.  From  Rock- 
port,  Mass.,  in  granite,  with  danalite  and  cryophyllite.  Named 
from  Kvpros,  bent.    Fig.  258  from  Cooke. 

A  mineral  found  with  cohimbite  at  Rosendal,  near  Bjorkboda, 
Finland,  has  been  referred  to  adelpliolite  of  Nordeuskiold  (p.  5:^5), 
but  an  analysis  by  A.  E.  Norclenskiuld  (anal.  7)  shows  that  it  is 
an  altered  zircon,  near  malacon  or  cyrtohte  (CEfv.  Ak.  Stockh., 
Ib63,  452,  Pogg.,  cxxii.  615,  1864). 

27 2C  Tachyaphaltite.  (Tachyaphaltit  Weihye,  Pogg.,  Ixxxviii. 
160,  185:-!.)  Crystals  like  those  of  zircon,  with  planes  I,  i-i,  and 
two  octahedrons,  one  of  110"  and  the  other  of  50\  H.  =  5-5.  G. 
=  Lustre  submetal'.ic  to  vitreous.  Color  dark  reddish-brown. 
Streak  dirty  yellow.  Subtrenslucent.  From  granite  veins  in  gneiss  near  Krageroe  in  Norwav, 
with  sphene.  Named  from  -■ix^^,  q'lick.  and  uMuXroi.  the  mineral  flying  readily  from  the  gangue 
when  struck.    Berlin  puts  a  ?  after  tharia  in  his  analysis  (No.  8). 

272D.  (Erstedite.  (CErstedit  i^c;rc7??<a?wmer,  Pogg.,  xxxv.  630,  1  S.'^o.)  1  a  l  =  12o°  161'.  H.= 
5-5.  G.  =  3-629.  Lustre  splendent  adamantine.  Color  reddish-brown.  From  Arendal  in  Nor^ 
wa}',  and  commonly  on  crystals  of  pyroxene.    Named  after  (Ersted. 
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272E.  AUERBACHITE.  (Anerbachit  Hermann,  J.  pr.  Ch.,  Lxxiii.  209,  1858.)  1  A  1  =  122'  43'  £.n(3 
So^  21,  Kokscharof;  S6'  30',  Herm. ;  87',  Auerbach.  H.  =  6-5.  G.=4-06.  Lustre  greasy  to 
vitreous,  weak.  Color  brownish-gray.  From  a  sOiceous  schist  in  the  Circle  of  Mariupol,  Dis- 
trict of  Alexandrovsk,  Russia.  Named  after  Dr.  Auerbach,  by  whom  the  crystals  were  first  studied. 

•21-lF.  Bragite  (Forbes  &  Dahll,  Xyt.  Mag.  Nat.,  xiii  18.55).  Occurs  in  imperfect  crystals,  prob- 
ably tetragonal,  in  orthoclase,  near  Helle,  Naresto,  Alve,  and  Askero,  Norway.  H.  =  6  — G•5,• 
G^.=5•13— 5*35  ;  lustre  submetallic;  color  brown;  streak  yellowish-brown;  thin  sphuters  trans- 
lucent. Heated  in  glass  tube  decrepitates  strongly  and  loses  water.  B  B.  in  the  platinum  Ibr- 
ceps  infusible,  but  becomes  yellow;  with  borax,  a  glass  which  is  brownish-yellow  while  hot,  but 
green  and  finally  greenisli-yellow  on  cooling.  In  salt  of  phosphorus  a  skeleton  of  silica.  No 
analysis  has  yet  been  made,  and  the  true  relations  of  the  species  are  doubtful. 

Analyses:  1,  Scheerer  (1.  c.) ;  2,  Damour  (Ann.  Ch.  Phys.,  III.  xxiv.);  3.  Hermann  (  J.  pr. 
Chem..  Uii.  32);  4,  J.  P.  Cooke  (1.  c);  5,  6,  Knowlton  (1.  c);  7,  A.  E.  NordenskiOld  (1.  c);  8, 
Berlin  (Pogg.,  Ixxxviii.  160);  9,  Forchhammer  (1.  c);  10,  Hermann  (1.  c.)  : 

Si      Zr     3Pe     U     Fe        Y     Mg  fi 

1.  Malacon,  Hitteroe       31-31  63*40    0'41  0-34    O  il    3-03  =  98-99  Scheerer. 

2.  Chanteloube  30-87  61-17    3*67     3-U9,  Mn  ()-14=z99-02  D. 

3.  "        Iknen  Mts.  81-87  59-82    3  11      4-0o,  Mu  1-20  =  100  H. 

4.  (7;/rto//<e,  Rockport      27-90  66-93    2-57=     2-1 9  =  99-59  Cooke. 

n.       "  "      (1)  26-38  60-78    1-59  3-63  Ce  2*07     tr.  4-56,  Sn  0--17  =  99  48  Kn. 

6.       "  "  26-18  64-60*   1'40   Ce  1-40    ir.   ,  Sn  0-41  =98  97  K. 

"i.  Addpholite?  Y'mland    24  S3  57-42    8-47   Ca  8-93    9  58,  Sn  0-61=:99-29  N. 

8.  Tac/iT/ajoAa/^.,  Norway  34  58  88-96    8-72   Thl2-82    8-49,  ^1  1-85  =  99  92  B. 

9.  CErstedde,  ATcndal      19-71  68-9G*'   1-14    2-05  5-58,  Ca  2-61  =  100  F. 

10.  Auerhachite,  Russia     42-91  55-18    0-98      0-95  =  99-97  Herm. 

a  With  some  Fe  0.      ^  "With  some  Ti  0-.      c  With  trace  of  manganese. 

In  Auerbachite,  the  only  anhydrous  kind  among  the  above,  the  oxygen  ratio  for  the  silica  and 
zirconia  is  1  :  H,  instead  of  1  :  1. 

Aitif. — Formed  in  crystals  by  action  of  chlorid  of  silicon  on  zirconia  (Daubree);  by  action  of 
fluorid  of  silicon  on  zirconia,  or  of  fluorid  of  zirconium  on  quartz,  beautiful  transparent  octahedrons 
resulting  (DeviUe  and  Carou). 

273.  VESUVIANITB.  Hyacinthus  dictus  octodecahedricus  Cappeler,  Prodr.  Crist,  30,  pi. 
8  (fig.  261  below),  1723.  Hyacinte  pt,  Hyacinte  du  Vesuve,  Lzs^e,  Crist,  234,  1772,  pi.  iv.;  ii. 
291,  pi.  iv.  1783.  Hyacinte  volcanique  Demeste,  Lettr.,  i.  413.  Hyacinth-Krystalle  (fr.  Wilui  R.) 
Pallas,  N.  Nord.,  Beytr.,  St  Pet.,  v.  282,  1793  ;  WUuite  pt  Vulkanischer  Schorl  Widenmann, 
Handb.,  290,  1794.  Hyacinthine  Delameth.,  Sciagr.,  i,  268,  1792,  T.  T.,  ii.  323,  1796.  Yesuvian 
Wern.;  in  Klapr.  Beitr.,  1.  34,  1795,  ib.  (fr.  Yesuv.  and  Siberia),  li.  27,  33,  1797.  Idocrase  H.^ 
J.  d.  M.,  v.  260,  1799;  Tr.,  ii.  1801. 

Gahnit  (fr.  Gokum)  v.  Lobo,  Afh.,  iii.  276,  1810,  anal,  by  Murray,  Afh.,  ii.  173,  1807  ;  Loboit 
Berz.  Frugardit  N".  Nordenskiold,  Bidrdg,  i.  80,  1820;  Frugardite.  Egeran  (fr.  Eger,  Bohemia) 
Wern.,  Min.  Syst,  3,  34,  1817.  Cyprine  (fr.  Tellemark)  Berz.,  Lothr.,  1821.  Xanthite  Thomson, 
Ann.  Lyc.  N.  Hist  N.  Y.,  iii,  44,  1828.  Gokumite  (fr.  Gokum)  Thorns.,  ib.,  61,  1828.  Hetero- 
merit  (fr,  Slatoust)  Herm.,  Yerh.  Min.  Ges.  St  Pet.,  1845-46,  205.  Jewreinowit  Y.  Nordensk., 
Yerz.  Finl.  Min.,  1852;  Kokscharof  Min.  Russl,  i.  116,  1853. 

Tetragonal.  (9  A  l-^=151°  45' ;  ^^=r:0-537199.  Observed  planes  :  0\ 
vertical,  /,  i-i,  \  pyramids,  ^,  i;  h  h  h  \^     h  i 

I",  1,  "I,  2,  3  ;  f-^',  2-2,        zirconoidsin  the  zone  i-i  :  1,  2-2,  f-J,  3-3, 

fi^-fi,  4-4,  5-5,  7-7 ;  in  other  zones,  1-2,  f  2,  4-2 ;  i-3,  |-3,  f -3,  1-3,  f3  ; 

1-1. 

(9 A  1=142°  46y         OA  1=90°  ^-^A^-2=153°  26' 

6>A2  =  123  21  7Al-fcll8  15'  ^-^ Af 3=161  34 

O  A  2-2=129  46J  i-i  A  2-2=133  25J        1 A  1,  ov.  H=129  21 

6>  A  4-4=114  18  ^-^  A  3-3=144  51|-        lAl,ov./,=74  27 

6^Af3  =  139  39J  ^-^  A  4-4=152  9  1-^  AHpyr.,  =  140  54 
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Cleavage  :  /not  very  distinct,  0  still  less  so.  Columnar  structure  rare, 
straio'lit  and  divergent,' or  irregular.  Sometimes  granular  massive.  Prisms 
usuaTlv  terminating  in  the  basal  plane  0  ;  rarely  in  a  pyramid  or  zirconoid  ; 
sometimes  the  prism  nearly  wanting,  and  the  form  short  pyramidal  with 
truncated  summit  and  edges. 

259  260 


263  264 


H.  =  G*5.  G.=3-349  — 345.  Lustre  vitreous :  often  inclining  to  resinous. 
Color  brown  to  green,  and  the  latter  frequentl}^  bright  and  clear ;  occa- 
sionallv  sulphur-yellow,  and  also  pale  blue  ;  sometimes  green  along  the  axis, 
and  pistachio-green  transversely.  Streak  white.  Subtransparent — faintly 
subtranslucent.  Fracture  subconchoidal — mieven.  Double  refraction 
feeble,  axis  negative. 

Comp.;  Var. — (f  iV+l  R)^  Si^,  the  oxygen  ratio  for  the  protoxyds,  sesquioxyds,  and  silica 
being  o  :  2  :  5.  according  to  Rammelsberg,  after  a  determination  of  the  state  of  oxydation  of  the 
iron.  The  variations  from  the  ratio  3:2:5  appear  to  be  variations  about  this  as  che  normal 
ratio.     In  all  cases  the  oxygen  ratio  for  Si  is  1  :  1.    The  bases ^  are  mainly  alumiua 

for  the  sesquioxyd,  and  lime  for  the  protoxyd  portion,  as  in  the  formula  ('i  Oa^  +  t  Alf  Si^  But 
more  or  less  sesquioxyd  of  iron  replaces  part  of  the  alumina,  and  magnesia  part  of  the  lime,  while 
Mn.  K,  Xa  may  be  present  in  traces. 

The  species  is  sometimes  divided  into  (1)  non-magnesian^  containing  little  or  no  magnesia;  and 
(2)  magiitstan,  the  magnesia  4  to  13  p.  c.  of  the  mineral.  But,  as  the  analyses  show,  there  is  no 
corresponding  line  of  division.  Even  the  crystals  from  Vesuvius  vary  in  the  proportion  of  mag- 
nesia from  0  to  7' 11  p.  c, 

Var.  r.  Ordinary.  The  mineral  from  G-okum  in  Finland,  called  Galinite,  Loboile,  Gokumite,  and 
that  from  Frugard,  Frugardiie,  have  been  denominated  magnesian.  The  last  is  in  brown  and 
green  crystals,  with  G  =3'349,  v.  Xord.  Jevreinoffite^  which  also  is  from  Frugard,  in  the  parish 
of  ^tantziila,  is  but  little  magnesian  or  not  at  all  so ;  it  occurs  in  pale-brown  to  colorless  crystals  ; 
G.  =  -'39.  Heieronieriie  occurs  in  small  oi'-green  prisms,  having  the  planes  i-i,  1,  3,  3-3,  in  the 
district  of  Slatoust,  Ural.  Egeran  is  a  subcolumnar  brown  variety,  from  Eger  in  Bohemia,  and 
found  also  at  Eger  in  Xorway. 

Xardhile  is  a  yellowish-brown  vesuvianite,  from  near  Amity,  N.  Y.,  the  crystals  not  differing 
from  those  of  the  common  variety:  it  contains  2*80  p.  c.  of  protoxyd  of  manganese.  A  manga- 
uesian  variety,  from  St.  Marcel,  Piedmont  (where  ores  of  manganese  occur),  has  a  sulphur  to 
honey-yellow  color. 

2.  Cyprine.  Pale  sky-blue  or  greenish-blue ;  owing  its  color  to  a  trace  of  copper,  whence  the 
name ;  from  Tellemark,  Norway. 

Analyses:  1,  Magnus  (Pogg.,  xxi.  50);  2,  Karsten  (Karst.  Arch  Min.,  iv.  391);  S,  Scheerer 
(]^gg..  xcv.  520) ;  4,  Karsten  (l  c  ) ;  5,  v.  Kobell  (Kastn.  Arch.  Nat.,  vii.  399) ;  G,  Scheerer  (1.  c.) ;  7, 
8,  Karsten  (1.  c.) ;  9,  v.  Merz  (Nat.  Ges.  Zurich,  vi.  Heft  4);  10,  v.  KobeU  (1.  c.) ;  11,  Magnus  (1 
c);  12,  Scheerer  (1.  c);  13,  Magnus  (1.  c.) ;  14,  Richardson  (Thomson  Min.,  i.  262);  15,  Nordeu 
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skiold  (Schw.  J.,  xxxi.  436);  16,  Heikel  (Arppe's  Finl.  Min ,  Act.  Soc.  Fenn.,  IV".);  17,  IvaDol 
(Koksch.  Min.  Russl.,  i.  116);  18,  Malmgren  (Arppe,  1.  c);  19,  Magnus  (1.  c);  20,  Varreutrapp 
(Fogg.,  xlvi.  34:;);  21,  Ivanof  (Pogg.,  xlvi.  341 );  22,  28,  Hermann  (J.  pr.  Ch.,  xliv.  193);  24.  v. 
Hauer  (Jahrb.  G.  Keichs,  :So3,  155);  25,  Hermann  (1.  c.) ;  26,  Thomson  (Min.,  i.  143);  27-37 
Rammelsberg  (Fogg..,  ^o^v.  92) : 


Si 

3tl 

3?e 

Fe 

Mn 

Mg 

Ca 

H 

1.  Vesuvius,  Irown 

37-36 

23-53 



3-99 

5- 

21 

29-88 

 =99-77  Magnus. 

2. 

37-50 

18-50 



6-25 

0-10 

3-10 

38-71 

 =99-16  Karsten. 

o  (( 
<J. 

37-80 

12-11 

9-86 



tr. 

7-11 

82-11 

1-67  =  100-16  Scheerer 

4.  Fiedmont,  gn. 

39-25 

18-10 



4-30 

0-75 

2-70 

33-95 

 =  99  05  Karsten. 

5.  Ala 

34-85 

20-71 



5-40 





85-61 

 =96-57  KobeU. 

6.    "  " 

37-35 

11-85 

9-23 



ir. 

6-03 

32-70 

2-73,  HCl  0-015  = 

99-90  Scheerer. 

7,  Eger,  Bohem.,  Egeran  39*70 

18-95 



2-90 

0-96 



34-88 

 ,  Xa  2-1=99-49  K. 

8.  Baas  Vallej,  brown 

38-40 

18-05 



3-10 

0-65 

1-50 

36-72 

 ,  Xa  0-9  =  99-32  K. 

9.  Zermatt,  " 

37-04 

17-67 



4-97 

0-42 

2-43 

35-79 

1  79,  N"a  0-76=10m-87 

Merz. 

10.  IMonzoni 

37-65 

15-42 



6-42 





38-24 

 =97-72  Kobell. 

11.  Cziklowa,  green 

38-52 

20-06 



3-42 

0-02 

2-99 

32-41 

 =97 '42  Mag-nua. 

12.  Eo-er.  Nonvay,  bnh.-gn.  37*73 

13-49 

5-95 

0-95 

0-47 

1-98 

37-49 

1-89  =  '.^9-95  Scheerer. 

13.  Christiansand 

37-t)6 

17-69 



6-49 

0-50 

4-54 

81-90 

 =98-77  Magnu<. 

14.  Tellemark,  cyprine 

38-80 

20-40 



8-35 





32-00 

 =99-55  Rich'dson. 

15.  Frugard,  Finl.,  Frug.  38'53 

17-40 



3-90 

0-33 

10-60 

27-70 

 =  98-46  Nord. 

16.  Lupikko,  " 

36-43 

16-84 

7-23 





4-82 

35-00 

0-86,  gn  1-06=101-74 

Heikel. 

17.  Jevreinoffite 

37-41 

20-00 

4-60 







34-20 

 ,  K  1-16,  Na  1-TO 

=  99-07  Ivanof. 

18.  » 

35-22 

26-10 

2-73 





2-02 

34-18 

 ,  K  1-01,  Na  0-47, 

i*b  0-01  =  101-74  Malmgren. 

19.  Slatoust,  Ural 

37-18 

18-11 

___ 

4-67 

1-49 

0-77 

35-79 

 =98-01  Magnus. 

20.       "  " 

37"55 

17-88 



6-34 



2-62 

3.V56 

 =99-95  Varrentr. 

21        "  " 

37-08 

14-16 



16-02 

1-86 

3t»-88 

 =100  Ivanof. 

22.       "          "  green 

3^-19 

14-34 

5-26 

0-61 

2-10 

6-20 

32-69 

 =99-89  Herm. 

23.       "          "  green 

39-20 

16-56 

1-20 

0-30 



4-0(J 

34-73 

 ,  K,  Xa  2-0,  C  1-50 

=  99-49  Herm. 

24.       "       Heieromerite  36  59 

22-25 

5-07 





ir. 

34-81 

0-55=99-27  V.  Hauer. 

25.  AchmatoTsk 

37-62 

13-25 

7-12 

0-60 

0-50 

3-79 

36-43 

 ,  0  0-7=100  01  H. 

26.  Amity,  X.Y.,  Xa/z^/iife  35-09 

17-43 

6-37 



2-80 

2-00 

38-08 

1-68  =  98-43  Thom. 

27.  Vesuvius,  yicli.-hn. 

37-75 

17-23 

4-43 





3-79 

37-35 

 =101-55  Ramm. 

28.       "        dull  hn. 

f  37-83 

10-98 

9-03 





4-87 

35-69 

 =97-90  Ramm. 

29.  Monzoni,  ywh. 

1  38-25 

15-49 

2-16 





4-81 

36-70 

 ,  K  0-47  =  97-38 

Ramm. 

30.       "  brown 

37-56 

11-61 

7-29 

5-33 

36-45 

 =98-24  Ramm. 

31.  Dognazka 

37-15 

15-52 

4-85 

5  42 

36-77 

 K  0-35  =  100-06 

Ramm. 

32.  Haslau  (Eger,  Boh.) 

1  39-52 

13-31 

8-04 

1-54 

35-02 

 ,  K  1-32=98-75 

Ramm. 

33.  Egg 

f  37-20 

13-30 

8-42 

4-22 

34-48 

  K  0-81,  Til-51  = 

99-44  Ramm. 

34.  Eger,  Norway 

f  37-88 

14-48 

7-45 

0-45 

4-30 

34-28 

 =98-89  Ramm. 

35.  Sanford,  Me. 

f  37-64 

15-64 

6-07 

2-06 

35-86 

 ,  Ti  2-40  =  99-67 

Ramm. 

36.  Wilui 

38-40 

10-51 

7-15 

7-70 

35  96 

 =99-72  Ramm. 

37.  Ala 

f  37-15 

13-44 

6-47 

2-87 

37-41 

 ,  K  0-93  =  98-27 

Ramu- 


In  analysis  2,  G.=3-42;  anaL  4,  G.  =  8-399;  anal.  14.  G.=3-228;  anal.  16,  G.=3-374;  ^  ... 
22.  G.  =  3-42;  anal.  23,  G.  =  3-35;  anal.  25,  G.  =  3-4;  anal.  26.  G.— 8-221 ;  anal.  27,  G.  =  8  382; 
anal.  28,  G.  =  3-428  — 3-429 ;  anal.  29,  G.  =  8-344;  anal.  80,  G.  =  3-885;  anal.  31,  G.  =  3-878;  anal. 
32.  G.=3-411;  anal.  33,  G.  =  3-436;  anal.  34,  G.  =  8-884;  anal.  35,  G.  =  3-434  ;  anal.  36,  G.  =  3-415  ; 
anal.  37,  G.  =  3-407. 

Analyses  27-37  were  made  by  Rammelsberg,  with  special  reference  to  the  state  of  oxydation  of 
iron.  The  oxygen  ratios  thus  deduced  by  hunare  as  follows :  (27)  1-3:1:  2-1 ;  (28)  1-5:1:  2-5 
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{m  1-5:1:  2-5  ;  (30)  I'fi  :  1 :  2-5  ;  (31)  15  :  1  :  2*2  ,  (32)  1'3  :  1  :  2-4  :  (33)  1-i  :  1  :  2-4;  (34)  1-3:1: 
2-2;  (35)  l-o:  1  :2-3;  [3n)  1-9:  1 :  -^-S  ;  (37;  1-5:  1:  2-;j. 

Ic'iOcrasc  often  contains  some  water,  amounting  occasionally  to  3  p.  c,  the  prc.-ence  of  which  ia 
probably  due  to  alteration.  a:id  hence  it  is  not  to  be  included  as  part  of  the  protoxyd  ba-^es.  G-. 
Magnus  found  (Fogg.,  xcvi.  34T)  in  crystals  from  Slatoust,  2-44  II ;  from  xVla,  2-98  II;  green, 
from  Ve-*uvius,  0-29;  in  aiiotiier,  2  03;  brown,  id..  1-T9,  Magnus  also  obtained  a  little  carbonic 
acid  :  (rl5  p.  c  from  the  Slatoust  idocrase,  and  0'<i6  from  the  brown  of  Vesuvius. 

Pyr.,  etc. — B.B.  fuses  at  3  with  intumescence  to  a  greenish  or  brownish  glass.  Magnus  states 
that  the  density  after  fusion  is  2'93  — 2-945.  With  the  fluxes  gives  reactions  for  iron,  and  a 
variety  from  St.  Marcel  gives  a  strong  manganese  reaction.  Cyprine  gives  a  reaction  for  copper 
with  salt  of  phosphorus.  Partially  decomposed  by  muriatic  acid,  and  completely  when  the  mineral 
has  been  previously  ignited. 

Obs. — Idocrase  was  first  found  among  the  ancient  ejections  of  Vesuvius  and  the  dolomitic 
blocks  of  Somma.  It  has  since  been  met  with  most  abundantly  in  granular  limestone ;  also  in 
serpentine,  chlorite  schist,  gneiss,  and  related  rocks.  It  is  often  associated  with  lime-garnet  and 
pyroxene.    It  has  been  observed  imbedded  in  opal. 

At  Vesuvius  it  is  hair-brown  to  olive-green,  and  occurs  with  garnet,  mica,  ncphelite,  glassy 
feldspar,  etc. ;  at  Ala,  in  Piedmont,  it  is  in  transparent  green  or  brown  brilliiint  crystals,  in 
chlorite  SL-hist.  with  diopside.  ripidolite.  etc.  Found  also  at  Monzoni  in  the  Fassa  Valley :  at 
Egg,  near  Cliristiausand.  Xorway ;  on  the  Vilui  river,  near  L.  Baikal  (sometimes  called  iviluite,  like 
the  garnet  of  the  same  region) ;  Cziklowa  in  Hungary ;  in  the  Urals  and  elsewhere  at  localities 
above  mentioned. 

In  X.  America,  in  Maine  at  Pliippsburg  and  Rumford,  just  below  the  falls,  in  crystals  and 
massive  with  yellow  garnet,  pyroxene,  etc.,  in  limestone  ;  at  Parsonsheld.  with  the  ^a'.ii'-  iiuiiL-rials, 
abundant:  at  Poland  and  Sandford  (fig.  263).  In  Jla-ss.,  near  Worcester,  in  a  quartz  r.iok.  with 
garnet,  but  exhausted.  In  X.  York,  i  m.  S.  of  Amity,  grayish  and  yellowish-brown  crystals, 
sometimes  an  inch  in  diameter,  in  granular  limestone  ;  also  at  the  village,  and  a  mile  east  of  the 
village,  of  yellow,  greenisli-yeUow,  and  yellowish-brown  colors.  In  A'.  Jersey,  yellowish-brown  in 
crystals  at  Xewton,  with  corundum  and  spinel.  In  Canada,  at  Cakimet  Falls,  in  large  brownish- 
yellow  crystals  in  hmestone  \^'ith  brown  tourmaline;  at  Greuville  in  calcite.  in  wax-yellow 
crystals. 

For  recent  articles  on  crys'..  see  v.  Kokscharof 's  Min.  RussL,  i.  92,  ii.  192 ;  v.  Zepharovicli,  Ber.  Ak. 
Wien,  xlix.  h,  ]8t)4,  both  with  new  measurements  and  figures,  and  the  latter  a  complete  mono- 
graph. Mohs  found  0  .\  1=^14:2  53  ;  v.  Kokseharol'.  tor  crystals  from  the  Urals  and  i  iedmont, 
142'  46'  lo",  and  from  Vesuvius.  142'  46  32  ;  v.  Zepharovicli.  for  crystals  from  Findel  Glacier 
at  Zermatt,  Pfitsch.  and  Vesuvius.  142  47  26  ' ;  for  Ijrown  var.  from  Mussa,  and  cryst  from 
Rymfischweng  at  Zermatt.  142  46  18  ';  for  green  var.  from  Mussa,  142'  45'  29'  ,  and  this  last 
he  takes  as  the  normal  angle  of  the  species.    It  gives  a  =  0-53754I. 

Xamed  VtSHciaa  by  Werner,  from  the  first  known  locality.  Werner  supposed  the  mineral  to 
be  exchisivei}^  voicanic ;  but  as  this  idea  is  not  expressed,  the  name  is  no  more  oi)jectiouablo 
than  all  others  derived  from  the  names  of  localities.  The  earlier  name,  Hyacudhine.  is  bad,  as 
the  mineral  is  not  the  hyacinth  of  either  ancient  or  modern  time.  Haiiy's  later  name,  Idocraae  (^sub- 
jective, like  many  others  of  his)  is  from  eioto,  I  see,  and  foao-ic,  mixture,  in  aUusion  to  a  resemblance 
between  the  crystalhne  forms  and  those  of  other  species.  Xothiug  in  its  signification,  or  in  any- 
thing else,  makes  it  right  to  substitute  this  for  Werner's  name.  In  English,  the  word  vesuvian 
has  the  objection  of  being  an  adjective  in  form  and  use ;  but  this  is  avoided  by  givuig  it  the  miu- 
cralogical  termination  above  employed. 

Alt. — Alterations  nearly  as  in  garnet,  with  a  far  greater  tendency  to  becoming  hydrated. 
Crystals  from  Maine  often  have  the  exterior,  though  still  brilliant  and  glassy,  cleavable  easily 
from  the  part  below,  and  equally  so,  parallel  to  all  the  smaller  as  well  as  larger  faces,  so  that  a 
pealed  crystal  has  as  brilliant  and  even  planes  as  before.  Pseudomorphs  include  steatite,  mica, 
chnochlore,  diopside,  and  garnet. 

An  egeran,  analyzed  by  Ficinus  (Sclirift.  Dresd.  Min.  Ges.,  i.  235).  gave  Sihca  43-00,  alumina 
14-70.  sesqnioxyd  of  iron  2  40,  ib.  of  manganese  4-()0.  Kmc  30-iiO.  soda  5-33  =  99-43.  It  is  probably 
m  an  altered  state,  as  Rammelsberg  infers  from  the  description  of  Ficinus. 

The  carbonic  acid  detected  by  Hermann  in  idocrase  from  Slatoust  (anal.  23)  is  evidence  of 
alteration,  and  this  acid  and  alkaline  or  earth}-  carbonates  or  biearbonates  in  solution,  are  agents 
by  which  change  is  often  produced. 

Artif.— Mitscherlich  has  obtained  idocrase  by  artificial  methods  (Ann.  Ch.  Phys^,  Ivn.  219); 
Studer,  from  a  fusion  together  of  the  constituents;  also  Daubree,  by  the  action  of  cLlorid  of 
silicon  in  vapor  on  the  required  bases  (C.  R.,  1854,  July,  p.  135). 
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274.  MELILITE.  MelHite  Ddameih.,  T.  T.,  ii.  273,  1796;  Fl.  Bellevue  (its  discov.  in  1790) 
J.  de  Phys.,  li.  456,  1800,  HumboldtQite  Mont.  &  Gov.,  Prodr.,  375,  1822.  Somervillite  Brooke, 
Ed.  J.  Sci.,  i.  185,  1824.    Zurlite  Bamondini,  Breislak  lust.  Geol.,  iii.  210,  1818.  Mellilite. 


Tetragonal 

265 


6>  A  l-^=147°  15 
l-^^  i-2.  1 


;  a= 0-6432.    Observed  planes,  0,  /, 
,  .  —  A        over  ^-^',  =  65°  30',  1-i  A  ovef 

terminal  edge,=134°  48^    Fig,  265;  also  others  with 
planes  i-2  in  place  of  i-i.    Cleavage  :  0  distinct,  /  in- 
ij  distinct. 

H.  =  5.    G.  =  2*9— 3*104.    Lustre  vitreous,  inclining 
ii  to  resinous  on  a  surface  of  fracture.   Color  white  or  pale 
J  jellow,  honej-yellow,  greenish-yellow,  reddish-brown, 
brown.    Translucent,  and  in  thin  laminae  transparent; 
also  opaque.     Fracture  conchoidal — uneven.  Double 
refraction  weak,  axis  negative. 

Comp.— (f  R^+i  Sil  Analyses  :  1,  v.  Kobell  (Schw.  J.,  Ixiv.  293);  2-4,  Damour  (Ann.  Ch. 
Phys.,  III.  X.  59) ;  5,  v.  Kobell  (Kastn.  Arch.,  iv.  813): 


1.  Humb.,  Somma 

2.  " 

3.  Mel,  C.  di  Bove 

4.  " 

5.  Massive  Gehlenite 


Si 
43-96 
40-60 
39-27 

38-  34 

39-  80 


11-  20 
10-88 

6-42 
8-61 

12-  80 


Fe 


4-43 
10-17 
10-02 

2-57 


Ms 
610 
4-54 
ei-44 
6-Tl 
4-64 


Ca 
31-96 

31-  81 

32-  47 
32-05 
37-64 


Na 
4-28 
4-43 

1-  95 

2-  12 


No.  3,  yellow  crystals ;  No.  4,  brown  do. 


0-38,  Fe  2-32  =  100-20  KobeU. 

0-  36  =  98-35  Damour;  G.  2-9. 

1-  46  —  98-18  Damour;  G-.  2-95. 
1-51  =  99-36  Damour. 
0-30,  H  2-00  =  99-75  KobeU. 

The  massive  gehlenite  of  v.  Kobell  comes  under  the 
formula  of  melilite.  Mehlite  was  first  analj^zed  (but  incorrectly;  by  Carpi  in  1820  (Tasch.  Min., 
xiv.  219). 

Pyr.,  etc. — B.B.  fuses  at  3  to  a  yellowish  or  greenish  glass.  With  the  fluxes  the  reaction  for 
iron.    Decomposed  by  muriatic  acid  with  gelatinization. 

Obs. — Humholdtilite  occurs  in  cavernous  blocks  of  Somma  with  greenish  mica,  the  crystals 
often  rather  large,  and  covered  with  a  calcareous  coathig;  less  common  in  transparent  lustrous 
crystals  with  nephelite,  sarcolite,  and  pyroxene,  lining  cavities  in  the  rock. 

Melilite  (fr.  ^/fAi,  honey),  of  yellow  and  brownish  colors,  is  found  at  Capo  di  Bove,  near  Rome,  in 
leucitophyre  with  nephelite,  phillipsite.  gismoudite,  magnetite,  and  small  black  crystals  of  augite 
and  hornblende;  0  A  l-z=147^  9',  v.  Rath  (ZS.  G-.,  xviii.  544).  Somervillite,  which  Descloizeaux 
has  shown  to  have  the  angles  of  this  species,  is  found  at  Vesuvius  in  duU  yellow  crystals. 

Zurlite  occurs  in  opaque  square  or  octagonal  prisms  in  calcareous  blocks  of  Somma  with  hum- 
boldtilite  ;  color  whitish  or  asparagus-green;  H.  about  6;  G.=3-27  ;  B.B.  infusible ;  soluble  in 
nitric  acid.  It  is  impure  humboldtilite  (Scacchi,  Jahrb.  Min,.  1853,  261).  Named  after  Sign.  Zurlo. 

Named  from  ueXi,  honey,  in  allusion  to  the  color. 

Artif. — Common  as  a  furnace  slag,  having  been  observed  in  square  prisms  at  Russel's  Hall, 
Tipton,  Dowles,  Wicks,  etc.,  in  England  and  Wales,  near  St,  Etienne  in  France,  near  Charlevoi  in 
Belgium,  Konigshiitle  in  Upper  Silesia,  Magdesprung  in  the  Harz,  and  Easton,  Pa.  The  following 
are  analyses:  1,  2,  Percy  (Rep.  Brit.  Assoc.,  1846,  Am.  J.  Sci.,  II,  v,  127);  3,  Karsten  (Eiseuhiitt, 
iii.  679) : 

Si       ^1      Fe     Mn    Sig  Ca 

1.  Dudley         38  76    14-48    1  18    0-23    6-84  35-68 

2.  Charlevoi      87-91    13-01    0-93    2  79    7-24  31-43 

3.  Kouigsberg  39  60    12-60     tr.     4-30    42-85 


K 


CaS 

1-  11  0-i)8i 

2-  60  3-65r 
 S0-65z 


:99-26  Percy. 
:  99-56  Percy. 
:100  Karsten, 


275,  SPHENOCLASE,    Sphonoklas  v.  Koh.,  J,  pr.  Ch.,  xci.  348,  1864, 
Massive,  -with  faint  indications  of  a  foliated  structure. 

H.=5'5  — 6.'  G.  =  3-2.  Lustre  feeble.  Color  pale  grayish-yellow,  Subtrauslucent.  Fracture 
splintery. 

CoMP. — According  to  an  analysis  by  v.  Kobell  (1.  c): 

Si  46-08       il  13-04       Fe  4-77       Mn  3-23       Mg  6-25       Ca  26-50=99-87. 
Giving  the  0.  ratio  for  R,  Jj,  Si,  11-81  :  6-lo  :  24-57,  or  2  :  1  :  4,  v.  KobelL 
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Pyr,.  etc. — In  the  closed  tube  yields  no  water.  B.B  fuses  easily  (at  3)  and  quietly  to  a  shining 
greenish  glass.  Slightly  attacked  by  muriatic  and  sulphuric  acids  ;  but  after  heating,  easily  de- 
composed with  gelatuiizatiou  by  muriatic  acid. 

Obs. — From  Gjelleback  in  Norway,  with  wollastonite  and  the  so-called  edelforsite,  forming 
thin  layers  of  varying  thickness  in  a  bluish  granular  limestone. 

Named  from  afnf,  a  luedge,  and  «Adw,  /  brtak,  it  breaking  into  wedge-shaped  pieces. 

EPIDOTE  GROUP. 

The  species  of  the  Epidote  Group,  enumerated  with  the  formulas  on  p. 
251,  are  characterized  by  specific  gravity  above  3,  and  therefore  high  ;  hard- 
ness above  5  ;  fusibihty  B.B.  below  4 ;  anisometric  crystallization,  and 
therefore  biaxial  polarization  ;  the  dominant  prismatic  angle  112°  to  117°  ; 
fibrous  forms,  when  they  occur,  always  brittle ;  colors  white,  gray,  brown, 
yellowish-green,  and  deep  green  to  black,  and  sometimes  reddish. 

The  prismatic  angle  in  zoisite  and  other  orthorliombic  species  is  /  A  /;  but  in  epidote  it  is  the 
angle  over  a  horizontal  edge  between  the  planes  0  and  i-i,  the  orthodiagonal  of  epidote  corres- 
ponding to  the  vertical  axis  of  zoisite.  as  explained  under  the  latter  species. 

T.  S.  Hunt  has  observed  (C.  R,  1^63.  Am.  J  Sci.,  II.  xxxvi.  426,  xliii.  205)  that  the  high  spe- 
cific gravity  and  hardness  of  the  Epidote  group,  as  compared  with  the  Scapolite,  is  to  be  ascribed 
to  a  more  elevated  or  higher  multiple  equivalent,  or,  in  other  words,  to  a  more  condensed  mole- 
cule. But  the  numerical  value  of  the  multiple,  or  of  the  relation  between  the  species,  has  not  yet 
been  ascertained. 

276.  EPIDOTE.  Schorl  vert  du  Dauphine  de  Lisle,  Crist,  ii.  401,  17S3.  Stralilstein  pt. 
Wtrn.,  1788-18O0.  ThaUite  (fr.  Dauphiny)  Delameth.,  Sciagr.,  ii.  401,  1792,  T.  T.,  ii.  319,  1796 ; 
R,  J.  d.  M.,  V.  270,  1799.  Delphinite  (ib.)  Saussure,  Voy.  Alpes,  §1918,  1796  (=Oisanite  pt). 
Akanticone  (fr.  Arendal)  d'Andrada,  J.  d.  Phys.,  \i  240,  1800,  Scherer's  J,  iv.  1800;=Aren- 
dalite  Karst  (and  Lectures  of  Blumenbach,  earlier),  Tab.,  34,  74, 1800.  Skorza  Wallacldan  Mia., 
Karst,  Tab.,  28,  72,  1800,  Klapr.,  Beitr.,  iii.  282,  1802.  Epidote  H.,  Tr.,  iii.  1801.  Pistaz'.t 
Wern.,  1803,  Ludw.  Min.,  AYern.,  ii.  209,  1804.  Withamite  (fr.  Glenco)  Brewst;  Ed.  J.  Sci.,  ii. 
218,  1825.  Puschkinit  Wagner,  Bull.  Soc.  Imp.  Xat,  Moscow,  1841.  Achmatit  Herni.,  Yerh. 
Min.  St  Pet,  1S45-46,  202.  Eschorit  (fr.  St  Gothardj  Scheerer,  Pogg.,  xcv.  507,  1855.  Beuslit 
Breith.,  B.  H.  Ztg.,  xxiv.  364,  1865. 

Monoclinic.    6'=:89°  27' ;  i-2  A  «'-2=63°  8',  0  A  1-^=122°  23' ;  aihia 
=  0-lS136  :  1  :  0-30719.^   Observed  planes:  0;  vertical,  i-i,        ^-2,  lA, 
?-6;  clinodomes,  -J-1,  -J-^,  1-1;  hemidomes,  ^-i,         ^-i,        3-^,  5-z,  ll-{; 
-i-h  -i'h         -1-^  -2-^  -3-^  hemipvramids,      -J-,  f,  1, 

-I  2-A   -9-4  .    3.3.    13    Q.3   _Q_3  .    1. 0      1 .0  •   Q.9  •  3  .    o  o.   _*->  Q  . 

2-1;  5-5,-5-5;  7-7,-7-7;  1-8;  2-2,-2-2;  -1-4;  5-5,-5-5;  -G-6. 


267  263 


6>A^'-^=90°  33'                  A  3-2  =  115^  IS'  l-zA3-z  =  150°  6' 

0  A  1-^=151:  3  i-i  A  5-z'=157  29  i-i  A  1  =  145 

6)A-1-?  =  151  15  ^'-2  A -1  =  101  18  1-z  A-2-2,ov.6>=:11013 

6>Ai-l=:ll:l  41                  A  1  =  101  15  1  Al,  front,  =  70-J 

l-lAl4,  ov.  6^,  =  61:  38  ^-^  A-3-3  =  12S  5  1  A  l,ov.^-;^=r  109  59^ 
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^-^  A -1-^=116  18 
^-^  A  1-^  =  115  24 
«-?'A2-?:=133  49 

A-2-?'=134  23 
{-iA-3-{=UD  39 


«-^A3-3=12r  40  -1  A-1,  front,r=:TO  25 

^'-^  A  f  2  =  121  31  -1  A  -l,ov.^-7,  =  109  35 

A  l-?;ov.6>,  =  12S  18  3-3  A  3-3,  tront,  =  96  12 

-1-i  A  l-^,  ov.  ^W,  =  51  42  -3-3  A-3-3,front,=::i9G  41 

-1-^' A -1  =  125  13  ^'-2Al-{=102  57 


1-z  A3-i=150  6 


Crystals  usually  leugtliened  in  the  direction  of  the  ortliodiagonal,  or 
parallel  to  i-i;  sometimes  long  acicular.  Cleavage:  i-i  perfect;  1-i  less  so. 
Twins:  composition-plane  1-^ ;  also  i-i.  Also  fibrous,  divergent,  or  paral- 
lel ;  also  granular,  particles  of  various  sizes,  sometimes  fine  granular,  and 
forming  rock-masses. 

II.  =  6  — 7.  G.  =  3-25  — 3*5.  Lustre  vitreous,  on  i-i  inclining  to  pearly  or 
resinous.  Color  pistachio-green  or  yellowish-green  to  brownish-green, 
greenish-black,  and  black  ;  sometimes  clear  red  and  yellow ;  also  gray  and 


Var. — Epiclote  has  ordinarily  a  pecialiar  yellowish-green  (pistachio)  color,  seldom  found  in  other 
minerals.  But  this  color  passes  into  dark  and  light  shades — black  on  one  side,  and  hrown  on  the 
other.  Most  of  the  brown  and  nearly  all  the  gra}^  epidote  belongs  to  the  species  Zoisite;  and  the 
reddish-brown  or  reddish-black,  containing  much  oxyd  of  manganese,  to  the  species  Fiedmoniiie, 
or  Manganepidote ;  while  the  black  is  mainly  of  the  species  Altaniie,  or  Cerium-epidote. 

Yar.  1,  Ordinary.  Color  green  of  some  shade,  as  described,  (a)  In  er}>stnls.  (b)  Fibrous, 
(c)  Granular  massive,  {d)  Scorza  is  epidote  sand,  of  the  usual  green  color,  from  the  banks  of  the 
Arangos,  near  Muska  in  Transylvania.  The  Arendal  epidote  (Arendahte)  is  mostly  in  dark 
green  crystals;  that  of  Dauphiny  {Thallite,  De'phimte,  Oisanite^  'm  yellowish-green  crystals, 
sometimes  transparent,  and  found  near  Bourg  d'<.)isans,  in  the  Piedmoutese  Alps.  Puschkiniie 
includes  pleochroic  crystals  from  the  auriferous  sands  of  Katharinenburg,  Urals  ;  G.  =  3*066 ;  color 
emerald-green,  when  viewed  by  transmitted  light  through  yellow  transverse  to  this ;  named 
after  Puschkin,  a  Russian  senator.  Achrnatite  is  ordinary  epidote,  in  crystals,  from  Achmatovsk, 
Ural.    Escherite  is  a  l)rownis!i-yelIow,  somewhat  greenish  epidote,  from  St.  Gothard  (anal.  28). 

2.  The  so-cahed  Bucklandita  from  Achmatovsk,  described  by  Hermann  (anal.  41,  42),  is  black  with 
a  tinge  of  green,  and  differs  from  ordinary  epidote  in  having  the  crystals  nearly  symmetrical,  and 
not,  like  other  epidote,  lengthened  hi  the  direction  of  the  orthodiagonal.  G.=3-51.  Hermann's 
Bagraiioniie,  from  Achmatovsk,  appears  to  be  essentially  the  same  mineral,  it  agreeing  with  it  in 
angles,  according  to  Hermann  (Bull.  Soc.  Nat.  Moscow,  xxxv.  24^,  li^G2),  and  having  G.  =  o"4G, 
while  the  original  bagratiouite  of  Kokscharof  is  a  variety  of  allanite  (q.  v.).  It  differs  from  the 
bucklaudite  in  containing  a  little  cerium  'anal.  43). 

3.  Wdhamite.  Carmine-red  to  straw-yellow :  strongly  pleochroic ;  the  color  as  seen  through  in 
one  direction,  deep  crimson,  in  another  tr.ansverse,  straw-yellow;  H.=:6  — 6'5;  Gr.=.'i'\'M  ;  in 
small  radiated  groups,  i-i  -i-z  A  1 28^  20'.  From  trap,  at  Glencoe,  in  Argylc- 
sliire,  Scotland.    Named  after  Dr.  Witham. 

4.  Beustiie.  Grayish-white  to  ash-gray  ;  G.  =  2-8.59  — 2*877,  Breith.  Breithaupt  gives  the  angle 
T/\  P—  1 54°  20',  ilf  aP=110~'  30',  which  are  very  near  0  A  1-?,  and  -2-i  A  \-i.  From  near  Prcd&zzo 
in  the  T}to1. 

Comp.~0.  ratio  for  R.  I^,  Si=l  :  2  :  3  ;  (^6a^+|  (Pe,  ^l))'''Si^;  being  linie-iron-epidote,  the 
mineral  having  for  its  protoxyd  portion  almost  solely  hme  (Ca),  but  containing  sesquioxyd  of  iron 
(Fe)  in  place  of  part  of  the  alumina  (^1).  The  results  of  the  larger  part  of  the  analyses  conform 
nearly  to  the  above  ratio,  showing  apparently  that  it  is  tha  normal  ratio.  Several  appear  to  afford, 
accordinof  to  Hermann,  less  ii  and  Si  in  proportion  to  the  R,  giving  different  ratios  between  1  :2:  3 
and  1 :  1^:  2^^ ;  but  with  the  sum  of  the  oxygen  of  the  protoxyds  and  sesquioxyds  always  equal  to 
that  of  the  silica.  The  exact  condition  of  the  iron,  whether  part  is  protox3-d  or  not,  has  not  in  all 
cases  been  ascertained,  and,  therefore,  some  of  the  results  obtained  are  not  free  from  doubt.  Ram- 
melsberg  observes  that  when  this  point  is  cleared  up  the  ratio  1:2:  3  will  probably  be  found  to 
be  common  to  all. 

The  Achmatovsk  "  bucklandite  "  (anal.  41,  42)  gives  nearly  the  ratio  2:3:5;  but  if  the  iron  be 
all  sesquioxyd,  1  :  2"l :  2*9.    Rammelsberg  says  the  crystals  may  contain  some  magnetite. 
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The  ratio  of  Pe  to  i^l  in  most  cpidote  is  approximately  1 :  2,  as  in  analyses  1  to  18,  20,  2:i-?)l, 
33.  39  ;  but  other  ratios  occur  between  1  :  2  aivl  1  :  (3 ;  and  rarely  the  amount  cf  ¥e  is  so  large  as 
to  give  nearly  the  ratio  3  :  5.  Ratio  1  :  2^  is  afforded  by  analysis  19  ;  1 :  3  by  32  ;  1:4  by  2  I  -2i), 
28-30  ;  1  :  5  by  27  ;  1  :  G  by  23  In  analysis  40,  the  silica  is  much  below  the  usual  proportion^ 
and  the  0.  ratio  for  R,  R,  Si  is  nciirly  3  :  4  :  t;. 

xVnalyses :  1,  GeH'ken  (Pc-iu-.,  xvi.  4s:;);  2.  Kiihn  (Ann.  Ch.  Pliarm.,  lix.  37:!);  3,  Rammelsber^ 
(2d  SuppL,  48);  4,  id,  (Min.  Cli.,  75l');  ti,  Hermann  (J  pr  Cli.,  Ixxviii  2!).^);  7,  Sclicerer  (Fogg., 
xci.  37S,  xcv.  501);  8,  Richter  (ib.);  9,  v.  Rath  (Pogg..  xc.  3<i7);  10,  KiUni  (1.  c);  11,  licr- 
nianu  (J.  pr.  Ch.,  xliii.  35,  81);  12,  Raramelsberg  (Pogg.,  Ixxxiv.  453);  1:;,  Baer  (J.  pr.  Cli..  xlvii. 
4()1);  14,  Stockar-Escher  (see  Rolieerer) ;  1 5,  Scheerer  (I.e.);  1 G,  lIornKUuWj.  pr.  Cli.,  Ixxviii. 
295);  17.  Scheerer. (1.  c.) ;  is,  19,  Rammelsberg  (1.  c);  20.  21.  Kiilm  (1.  e.);  22.  lienriann  (1.  c.;; 
23.  V.  Rath  (ZS.  G-.  xiv  428);  21,  2';-3n,  Stockar-Esehor  (Pogg .  xcv.  501);  25,  Scheerer  0-  e  ) : 
31,  32,  Ileriuanu  (1,  c.) ;  3:^,  Rammel>l>erg  ( Min.  Cli.,  7  54);  ;;4-:;7.  39,  Hermann  (1  c.) ;  :-;8.  Osor- 
sky  (Verb.  Min.  St.  Pet,  1842,  GG);  40,  Igelstrom  (a^]fv.  Ak.  Stockh.,  18  i7,  11);  41,  Hermann  (I 
c.) ;  42,  Rammelsberg  (1.  c.) ;  43,  Hermann  (Pull.  Soc.  Nat.  Moscow,  xxxv.  248)  : 


Areudal 


gn. 

"  gnh.-hk. 
"  strp. 
"  pseud. 
"  pseud. 

B.  d'Oisans,  gn. 

•'  olive-gn. 


Traversella,  dai-Jc 

I.  u 

"  yellow 
Penig,  Saxony 
Geier,  Erzgeb. 
Traversella 
Val.  Maigels,  gy. 
Gutauen,  hnh.-gn. 

Sustenhorn,  gnli-bn. 
Lole,  gnh  -hn. 
St.  Gothard,  Eschejiie 

"  bnh.-gn 
Kaverdiras,  bnh.-gn. 
Ural,  Schumnaja,  gn. 
Achmatovsk,  gn. 


Burowa 
Fuschkinite 


Si  ^1 
3G-14  22-24 


37-32 

36-  79 

37-  59 

38-  84 
37-92 

39-  85 

37-  60 

38-  37 
(1)37-78 
(1)37-35 

37-  56 

38-  00 
57-65 

37 -  ol 

38-  34 
38-64 

40-  57 
40-08 
39  07 

(I)  38-05 
38-99 
38-43 
38-39 
38-08 
38-28 
37-66 
37-47 

35-  45 
37-75 
37-62 
40-27 

36-  87 

37-  47 

38-  88 


39.  Sillbohle 


40.  Jakobsberg,  Swed.    (|)  33*81 

41.  Achmatovsk,     BuckC  36-97 

42.  "  38-27 

43.  "         ^'Bagrat:'  38-88 


II 


:)        2  12    2-38  22-86   =  ; 00-03  Gofrkeu. 

36-  68  21-72   16-72  0-.')3  23-07   =98  72  Kiihn. 

37-  98**  20-78   17-24   I'll   23-74   =100-85  Rarimi. 

38-  76  20-36   16-35    0-44  2:;-71    2-00  =  101-G2  R;imm. 

22-85   11  56  Fe  1-86    0*77  22-03    2-93  =  9. i-32  Hermann. 
21-24  12-96  "    5-20   21-27    2-NG  =  100  :;2  He  rmann. 

20-  73   1(V57    0-41  22-64   2-11=  1  o, »•( )5  Selieei-er. 

25-  45  10-88    22-62    2-41  =  1 00-20  Rieliter. 

19-  21   15-55    0-25  22-68    2-51,  Na  0  39,  K  0-23 

=  us-74  V.  Rath. 

21-  61   16-61    O-30  22-15   =  1 02-52  Kr,hn. 

18-57   13-37  Fe  5-55    1*40  21-19    1-68  =  9:i-;;G  Hermann. 

21-lS   16-85    0-17  23-58   =  1 00-22  R.uam. 

21-25   15-97    0-60  23-46   =,  Na  0-4 1  =9..-47  Br. 

22  02  15-67    22-54    2-35  =  99-9.!  S.-Eseher. 

20-  78  16-49    0-29  22-70    2-.'9— 99-9!  Selieerer. 

20-87  15-iu;Fe   1-9  )   21-93    2-OS  INHi /y.  =  9:i-64  Ilernra. 

20-  64  ln-50Mn  0-49    O-4'l  22-32    2--i6,H(;)l  U-d  1  =  1^0- 13  Schr. 

21-  76  12-52  Fe  3-59    0-60  21-2G    2-^  8  =  9i)-92  Ramm. 

20-  61     9-23  "    2-21    0-43  25-01    2-8i  =  98-n5  Ramm. 

21  98   17-42    0-27  21-98   =  1  Om-2.-.  Kiihn. 

14-47   13-44    2-9()  3i)-i)0  =101-24  Kiihn. 

16-91   15-93  "    1-44    4-97   lO'll    l-20  =  9iJ-64  Hermann. 
28-l»0     7-43    0  10  24-30    0-|-.3  =  10.)-4:!  Rath. 

26-  39     9-73    23-54    2-02  =  99-73  S.-Escher. 

25-  76    9-99    0-61  22-76    2-05  =  lo(i-16  Scheerer. 

26-  40     8-75    23-90    2-46  =  99-94  S.-Escher. 

28-48     7-56    2  2-64    2-30  =  99-37  S.-Escher. 

27  74    8-26   .   2:!-53    2-. »4  =  99-65  S.-Escher. 

27-  53     8-66   22-87    2-41  =  99-75  S.-Escher 

27-30    8-90   23-90    2-:!:!=  100-15  S.-Escher. 

24-09  10-60  Fe  2-81   22-19    1-24=99-40  Hermann. 

24-92     9-54  "    H-25    22  45    3-5o=  1  OO'l  1  Hermann 

21-  05   11-41  "    3-59    1-15  22-38    2  67  =  loORamra. 
18-45  12-32  "    2-20    0-39  24-76    2-20,  Xa  0-9 1  =  98-85  Herm. 
20  08  14-22  "    2-39    0-53  21-61    O  lrt,  Mii /r.  =  99-2G  Herm. 
18-13  14-20  "    4-60    0-40  21-45    l-56  =  '.>7-29  Hermann. 

18-64  14-15  "    2-56    22-06    1-44,  Xa,  Li -1-78  =  98-60  II. 

18-85   16-:i4    G'l    16-00  ,        9-26,  Xa  1-67,  Li 

0-46  =  98-5.;  Osersky. 

39-  67   18-55  14-31        3-25    1-62  20-53    1-23,  Xa  0-5  2,  Mn  tr. 

=  99  (j8  Hermann, 

18-58   12-57        4-85    3-04  26--46    0-94=100-25  Igel.str.jin. 

21-84  10-19  Fe  9-19    21-14   0-68.  C  0-32  =  lou-.,3  Herm 

21-25     9-09  "    5-57«  1-07  22-75    2-00  =  1 00  Ramm. 
20-19     9-82"     3-82    1-98  17  37    1 -60  La,  Ce,  Di  3-60 

=  97 '26  HerTMi.n^ 
Anal,  on  material  after  its  ignition  ;  some  Ti  0^  -with  the  Si 
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In  anul.  5,  G.  =  3-3T;  anal.  6,  G.=:3-49;  anal.  8  has  the  form  of  p}Toxene ;  anal.  9,  G.= 
S-22o,  has  the  form  of  scapolite ;  anal.  11,  G.  =  3'H8;  anal.  12,  (t =3 -463,  material  analyzed  aftei 
its  ignition;  anal.  16,  G.  =  ;}-42;  anal.  23,  G.  =  3'3fil— 3-31 6,  in  the  Grisons ;  24,  3-373;  26.  G.= 
3-326;  27,  3-359,  Borderrheinthal :  3-384,  from  Maggiathal ;  29,  o'37S,  from  Formazzathal ;  30, 
3-360,  Yorderrheiuthal ;  31,  8-43;  32,  3-33— 3*34;  :-l3,  3-485;  34,  3*39;  35,3-41;  36,  3  35;  37, 
G.  =  3-43,  fr.  Werchneivinsk ;  39,  3-45.  near  Helsingfors;  40,  3'51;  42,  3'46. 

Pyr.,  etc. — In  the  closed  tube  gives  in  most  cases  water.  B.B.  fuses  ^-ith  intumescence  at 
3-3*5  to  a  dark  brown  or  black  mass  which  is  generally  magnetic.  Reacts  for  iron  and  sometimes 
for  manganese  with  the  fluxes.  Partially  decomposed  by  muriatic  acid,  but  when  previously  ignited, 
gelatinizes  with  acid.  Decomposed  on  fusion  with  alkaline  carbonates.  G.  of  Arendal  epidote 
changes  on  ignition,  from  3-409  to  2-984 

Obs. — Epidote  is  common  in  many  crystalline  rocks,  as  syenite,  gneiss,  mica  schict,  hornblendic 
schist,  serpentine,  and  especially  those  that  contain  the  ferriferous  mineral  hornblende.  It  often 
accompanies  beds  of  magnetite  or  hematite  in  such  rocks.  It  is  sometimes  found  in  geodes  in 
trap;  s^nd  also  in  sandstone  adjoining  trap  dikes,  where  it  has  been  formed  by  metamorphism 
through  the  heat  of  the  trap  at  the  time  of  its  ejection.  It  also  occurs  at  times  in  nodules  in  dif- 
ferent quartz-rocks  or  altered  sandstones.  It  is  associated  often  with  quartz,  pyroxene,  feldspar, 
nxinite,  chlorite,  etc.,  in  the  Piedmontese  Alps. 

It  sometimes  forms  -with  quartz  an  epidote  rock,  called  epidosijte.  Such  a  rock,  from  Grand 
Matanne  River,  Canada,  having  a  hardness  of  7  0.  and  G.  =  3'04.  gave  T.  S.  Hunt,  on  analvsis 
(Logan's  Rep.,  1863,  497),  Si  62-60,  ^1  12-30,  Pe  9-40,  Mg  0-72,  Ca  14-10,  Xa  0-43,  ign  0-19  = 
99-71,  which  corresponds  to  61-33  epidote  and  38*22  quartz.  A  similar  rock  exists  at  Melbourne 
in  Canada. 

Beautiful  crystallizations  come  from  Bourg  d'Oisans,  Ala.  and  TraverseUa,  in  Piedmont :  Zor- 
matt  hi  the  Valais ;  near  Gutauen  in  the  Haslithal ;  at  Kaverdiras  and  Baduz  in  the  valley  of 
Tavetsch  (the  latter  sometimes  referred  to  zoisite,  but  optically  epidote  according  toDescloizeaux) ; 
Monzoni  in  the  Fassa  vaUey  ;  Zillerthal  in  the  Tyrol,  sometimes  in  rose-red  and  greenish  crystals  cf 
small  size,  resembling  thulite ;  the  Sau-Alpe  in  Carinthia  ;  and  the  other  localities  mentioned  above. 

In  N.  America,  occurs  in  K  Eamp.  at  Franconia,  crystallized  and  granular,  with  magnetite  ; 
"Warren,  with  quartz  and  pyrite.  In  3Ia-ss.,  at  Hadlyme  and  Chester,  in  crystals  in  gneiss  ;  at 
Athol,  in  syenitic  gneiss,  hi  fine  crystals,  2  m.  S.W.  of  the  centre  of  the  town;  Newbury,  inhme- 
stone  ;  at  Rome,  in  hornblende  schist ;  at  Xahant,  poor,  ;n  trap.  In  Rhode  Inland^  at  Cumberland, 
in  a  kind  of  trap.  In  Conn.,  at  Haddam.  in  large  splendid  crystals.  In  N.  York,  2.  m.  S.E.  of 
Amity,  in  quartz;  2  m.  8.  of  Carmel,  Putnam  Co.,  with  hornblende  and  garnet;  2  m.  S.  of  Coffee's 
Monroe,  Orange  Co.;  6  m  W.  of  Warwick,  pale  yellowish -green,  with  sphene  and  pyroxene;  at 
Harlem,  in  gneiss,  on  the  banks  of  East  river,  near  38th  St.  In  N.  Jersey,  at  Franklin,  massive  ; 
at  Roseville  in  By  ram  township,  Sussex  Co.,  in  good  crystals.  In  Penn.,  at  E.  Bradford.  In 
Michigan,  in  the  Lake  Superior  region,  at  many  of  the  mines ;  at  the  Norwich  mine,  beautifully 
radiated  with  quartz  and  native  copper.  In  Canada,  at  St.  Joseph,  in  a  concretionary  argillaceous 
rock  of  the  Quebec  group. 

For  recent  papers  on  cryst.  see  Kokscharof  Min.  Russh,  iii.  268,  iv.  106 ;  v.  Zepharovich,  Ber. 
Ak.  Wien,  xxxiv.  480,  xlv.  381;  Descl.  :Min.,  i.  1862;  Hessenberg,  Min.  Not,  IIL  ;  v.  Rath, 
Pogg,.  cxv.  472. 

Epidote  is  one  of  Haiiy's  crystallographic  names,  derived  from  the  Greek  ivic.ai^,  increase,  and 
translated  by  him,  "qui  a  reou  un  accroissement,"  the  base  of  the  prism  (rhomboidal  prism)  hav- 
ing one  side  longer  than  the  other.  In  its  introduction  Haiiy  set  aside  three  older  names.  Tlial- 
litG  ^froin  JaAAos,  color  of  young  twigs,  alluding  to  the  green  color)  was  rejected  because  it  was 
based  on  a  varying  character,  color ;  Delphinde  and  Arendalite,  because  derived  from  locahties. 
But  the  name  Epidote  is  now  so  involved  in  geological  as  well  as  mineralogical  literature  that  the 
law  of  priority  cannot  well  do  the  justice  demanded  of  it.  Werner's  name  PistacHe  from  -laraKia, 
the  pistachio-md  (referring  to  the  color)  was  not  proposed  as  early  as  thallite  or  epidote. 

Alt. — Epidote  is  less  liable  to  alteration  than  most  of  the  silicates,  partly  because  the  iron  it 
contains  is  mostly,  when  not  wholly,  in  the  state  of  sesquioxyd.  The  analyses  afford  generally 
one  or  two  per  cent  of  water,  which  is  probably  foreign  to  the  species ;  and  in  a  green  mineral 
from  isle  Royale,  having  the  composition  of  epidote,  J.  D.  Whitney  found  5  per  cent  of  water 
(Ri^p.  Geol.  L.  Sup.,  185^,  97). 

Artif.— Epidote  has  not  been  found  among  the  crystallizations  of  furnace  slags,  or  formed  in 
the  laboratory  of  the  chemist.  It  has  been  a  frequent  result  of  the  action  of  heat  and  steam  on 
ferruginous  sandstones  accompanying  the  ejection  of  doleryte  and  other  eruptive  rocks;  and 
this  fact  suggests  the  method  by  which  it  may  be  artificially  formed. 

276A.  KCELBINGITE.  (Kolbmgit  Breith.,  B.H.  Ztg.,  xxiv.  398.  Ainigmatit  Breiih.,  ib.)  Mono* 
clinic.    jA/r=6i)^  31',  0  \i-i=bd'^.    Cleavage  :  /perfect;  I'-i imperfect ;  w  in  traces. 

II.=5*5  — 6.  G.  =  3-599,  3-GOn,  3-613.  Lustre  vitreous.  Color  greenish  to  velvet-black. 
Streak  pistachio-green.    Subtrauslucent.    Fracture  conchoidal  to  uneven. 
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Comp. — Consists,  according  to  R.  Miiller  (1.  c),  largely  of  the  silicates  of  protoxyd  of  iron  and 
lime. 

Ohs. — Occurs  at  Kangerdliiarsuk,  Greenland,  with  aegirite,  eudialyte,  etc..  and  resembles  much 
a  black  hornblende.  Unlike  horul)lende  and  the  related  species,  the  crystal  is  oblique  from  an  acute 
edge  las  in  epidote),  and  the  anj^les  of  tlic  prism  are  very  different.  Arfvedsouite  diflers  in  hav- 
ing a  celandine-green  streak  ;  and  icgorite  a  mount:nn-green.    It  may  be  epidote. 

JEingmatite  has  the  form  and  angles  of  koelbingite  ;  but  H.  =  5  — 5-5  ;  Gr.  =  3-833  — 3*863  ;  the  iron 
in  the  compound  is  sesquioxyd ;  and  the  streak  is  reddish-brown.    Probably  altered  koelbingite. 

277.  PIEDMONTITE.  Rod  Magnesia  (fr.  Piedmont)  CronsL,  Min.,  106,  1758.  Manganese 
rouge  (id.)  Napione,  Mem.  Ac.  Turin,  iv.,  1790.  Manganese  oxyde  violet  silicift  re  (id.)  II.,  Tr., 
iv.,  1801.  Epidote  manganesifere  (id.)  L.  Cordier,  J.  d.  M.,  xiii.  135,  1803;  K,  Tabl.,  I8(i9. 
Piemontischer  Braunstein  Wern.,  lloiYm.  Min.,  iv.  a,  152,  1817.  Manganepidot  Germ.  Pie- 
montit  Kenng.,  Min.,  75,  1853. 

Monoclinic ;  like  epidote  in  form,  and  nearly  so  in  angles,    i-i  A  -l-i= 
115°  20',        A  1-^=98°  50',  f^' Af-^;=145"  37'.    Cleavage  i-i  perfect, 
less  so.    Also  massive. 

H.  =  6*5.  G.  =  3-4:04,  Breithaiipt.  Lustre  vitreous,  especially  bright  on 
i-i  ;  slightly  pearly  on  other  faces.  Color  reddish-brown  and  reddish-black  ; 
in  very  thin  splinters  columbine-red.  Streak  reddish.  Opaque  to  subtrans- 
lucent.  Fragile. 

Oomp.— 0.  ratio  for  R,  K,  Si=l  :  2  :  3  ;  (i-Ca^  +  |  (Mn,  3Fe,  ^1))^  Si^;  or  epidote  in  which  a 
large  part  of  the  alumina  is  replaced  by  sesquioxyd  of  manganese.  The  protoxyds  may  also  in- 
clude some  protoxyd  of  manganese  as  well  as  magnesia. 

Analyses:  1,  Sobrero  (Arsb.,  1840,  218);  2,  HartwaU  (Ak.  H.  Stockh.,  1828,  171);  3,  Gefifkeu 
(Pogg.,  xvi.  483);  4,  H.  St.  C  DeviUe  (Ann.  Ch.  Pliys.,  xlili.  13): 

Si  ^1  3Pe       Mn      Mg  Ca 

1.  St.  Marcel  37  86  16-30  8-23  18*96    13-42,  Mn  4-82,  Sn,  Cn  0-4=100-66  S. 

2           "       38  47  17-65  6-60  14-08  1-82  21-65  =  100-27  HartwaU. 

S.          "       36-87  11-76  10-34  18*25    22-78=100  Geffken. 

4.          "       37-3  15-9  4-8  19  0  0-2  22-8  =100  Deville. 

The  last  three  analyses  correspond  nearly  with  the  epidote  0.  ratio,  1:2:3.  The  mineral  was 
first  analyzed  by  Napione  (1.  c),  and  next  by  Cordier  (1.  c.). 

Pyr.,  etc. — B.B.  fuses  with  intumescence  at  3  to  a  black  lustrous  glass.  Gives  strong  reactions 
for  manganese  with  the  fluxes,  and  also  for  iron.  Not  decomposed  by  acids,  but  when  previously 
ignited  gelatinizes  with  muriatic  acid.    Decomposed  on  fusion  with  alkaline  carbonates. 

Obs. — Occurs  at  St.  Marcel,  in  the  valley  of  Aosta,  in  Piedmont,  in  braunite  with  quartz, 
greenovite,  violan,  and  tremolite.  Crystals  rather  long  subrhomboidal  prisms,  very  fragile,  and 
having  most  of  the  surfaces  dull. 

278.  ALLANITE,  CrystaUized  Gadolinite?  (fr.  Greenland)  T.  Allan,  Tr.  R.  Soc.  Edinb.,  vi. 
345  (read  Nov.  1808)=Allanite  Thomson,  ib.,  371  (read  Nov.  1810);  Phil.  Mag.,  xxxvi.  278, 
1811.  Cerin  (fr.  Riddarhyttan)  Uisinger,  Afh.,  iv.  327,  1815.  Orthit  (fr.  Finbo)  Berz.,  Afh.,  v. 
32,  1818.  Pyrorthit  (fr.  Kararfvet)  Btrz.,  Afh.,  v.  52,  1818.  Bucklandit  (fr.  Arendal),  Levy, 
Ann.  Phil.,  II.  vii.  134,  1824.  Tautolit  (fr.  L.  Laach)  Breith.,  Schw.  J.,  1.  321,  1826.  Uralor- 
thite  Herm.,  J.  pr.  Ch.,  xxiii.  273,  1841.  Bagrationit  (fr.  Achmatovsk)  Zbfoc/i.,  Russiches  Berg. 
J.,  i.  434,  1847;  Pogg.,  Ixxiii.  182,  1848  [not  Bagrationite  £rerw.,= Epidote].  Xanthorthit  (fr. 
Erikberg)  Herm.,  J.  pr.  Ch.,  xliii.  112,  1818.  Erdmannit  (fr.  Stoko)  Berlin,  Pogg.,  Ixxxviii.  162, 
1853. 

Monoclinic,  isomorphous  with  epidote.  ^7=89°  V  \  0  N  1-1=122°  50^', 
^-2  A  ^-2=63°  58';  a  :  ^>  :  c=0-4S3755  :1  :  0-312187.  Observed  planes: 
0 ;  vertical,  i-i^  ^-2,  ^-4 ;  clinodome,  W ;  hemidomes.  1-^,  5-^,  -1  -V,  -2-^\ 
-Z-i,  -6-i ;  hemipyramids,  1,  -1,  1-2,  3-3,  -3-3,  2-4,  5-5. 
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0  A  ^-^=:90°  59' 
0  A  \-i=\lA  0 
6>A-1-2=:154  23 
^-^  A  l-fcll5  1 

A -1-^=116  36 
f?' A -1  =  105  12 


^•-^  A  1=101:°  \\y 

i-i  A  3-3  =  127  52 
i-i  A  -3-3=128  32 
f^A?-2=121  59 
A  1-2  =  128  23 


U  A  1-2=144°  54' 
1-^  A  1=125  26 
-1-?;  A -1  =  125  50 
1  A  1  =  70  52 
-1  A-1,  front,  =  71  38 
3-3  A  3-3    "    =9G  51 


Crystals  either  sliort,  flat  tabular,  or  loiiir  and  slender,  sometimes  acicnlar. 
Twins  like  those  of  epidote.  Cleavage  :  t-i  in  traces.  Also  massive,  and 
in  angular  or  rounded  grains. 

H.  =  5*5  — 6.  G.  =  3*0— 4-2.  Lustre  submetallic,  pitchy,  or  resinous — 
occasionally  vitreous.  Color  pitch-brown  to  black,  either  bi'ownish,  o^reen- 
ish,  grayish,  or  yellowish.  Streak  gray,  sometimes  slightly  greenish  or 
brownish.  Subtranslucent — opaque.  Fracture  uneven  or  subconchoidal. 
Brittle.    Double  refraction  either  distinct,  or  wanting. 

Comp.,  Var. — Tliis  species,  while  closely  like  epidote  in  crystallization,  varies  mncli  in  the  re- 
sults of  analyses,  and  also  in  external  appearance.  The  raore  prominent  Vv'ays  of  variation  are  the 
following:  (1)  The  crystals  arc  sometimes  broad  tabular,  and  sometimes  very  long  acicular.  (2) 
The  crystals,  when  well-formed,  often  manifest  no  double  refraction,  as  Descloizeaux  has  observed. 
(3)  The  amount  of  water  present  varies  from  none  to  IT  p.  c,  and  the  hardness  and  specific  gravity 
correspondingly,  the  kinds  containing  the  most  water  being  lowest ;  and,  in  some,  G.  not  exceed- 
ing 2-53.  (4)  There  is  also  much  diversity  in  pyrognostic  and  other  chemical  characters,  as  ex- 
plained beyond. 

The  varieties  that  have  been  distinguished  are  as  follows : 

I.  AUaniie.  In  tabular  crystals  or  plates,  the  crystals  sometimes  8  to  10  in.  long,  5  to  6  wide, 
and  an  inch  or  so  thick.  Color  black  or  brownish-black.  G.=:3-5()— 3*95  ;  3'5:i  — 3-54,  from  Jotun- 
Fjeld ;  3"79,  from  Snarum,  Norway;  3-53,  from  E.  Bradford,  Pa.,  and  3'935,  from  Bethlehem,  Pa., 
Brush ;  3-84,  from  Franklin,  N.  J.,  Hunt.  Named  after  T.  Allan,  the  discoverer  of  the  mineral, 
and  found  among  specimens  from  East  Greenland,  brought  to  Scotland  by  C.  Giesecke.  Cerine 
is  the  same  thmg,  named  by  Hisiuger,  having  H.  =  6;  G.  =o'77  — 3*8;  lustre  weak,  greasy;  and 
being  subtranslucent  in  thin  splinters. 

BucklandUt  is  anhydrous  allanito  in  small  black  crystals  from  a  mine  of  magnetite  near  Arendal, 
Norway.  Although  not  yet  analyzed,  it  is  referred  here  by  v.  Rath  on  the  ground  of  the  angles 
and  physical  characters  (Pogg.,  cxiii.  281).  That  of  L.  Laach  is  also  shown  to  have  the  angles  of 
allanite  by  v.  Rath  (1.  c) ;  the  angles  are  those  cited  above  as  the  angles  of  the  species.  Tautolite 
Breith.^  is  also  from  the  trachyte  of  L.  Laach,  and  is  probablv  the  same  species.  Angles :  i-2  A  i-2 
=  70'  48'  and  109°  12',  i-iM-i=\W  30',  1-i  A  1=  1 25 '  30',  A  1-^=128'  37'  and  51'  20, 
Descl.;  i-2  a '^-2  =  70°  14',  -l4Al-i='oV  52',  Breith.    11.  =  6-5-7.    G.  =  3-86. 

2.  Uralorihite  is  allanite  in  large  prismatic  crystals  from  the  Ilmen  Mts,,  near  Miask.  H.  =  6  ; 
G.  =  3-41  — 3-bO,  Herm. ;  3'647,  Ramm.  It  is  pitch-black,  gives  a  gray  powder,  and  is  nearly  an- 
hydrous. 

2.  JJagnUionite.  Occurs,  according  to  Kokscharof,  in  black  crystals,  which  are  nearly  syramet 
rical  like  the  bucklandite  of  Achmatovsk.  and  not  lengthened,  like  uralorthite,  in  the  direction  of 
the  orthodiagonaL  Angles  the  same  with  those  of  uralorthite,  after  many  measurements  by 
Kokscharof.  H.  =  6-5.  G.  =  3-84,  Koksch.  Streak  dark  brown.  B.B.  intumesces  and  forms  a 
black,  shining,  magnetic  pearl.  In  powder  not  attacked  hj  hot  muriatic  acid  or  by  boihng  nitrie 
acid.    Not  analyzed.    Named  after  the  discoverer,  P.  R.  Bagration.    Prom  Achmatovsk,  Ural. 
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Hermann  has  described  and  analyzed  what  he  calls  bagration'tc,  from  Achmatovsk,  which  he 
states  has  the  angles  of  the  buckhindito  of  AcJuttatovsk,  and  which,  therefore,  is  true  epidote 
(q  v.).    The  analyses  by  Hermann  sustain  this  reference. 

;i.  Ortlute  included,  in  its  original  use,  the  slender  or  acicnlar  prismatic  crystals,  often  a  foot  long, 
containing  some  water.  But  these  graduate  into  massive  forms,  and  some  orthites  are  anh^'drous, 
or  as  ncai'ly  so  as  nuich  of  the  allanite.  The  name  is  from  6,A).u^  straigld.  The  tendency  to  alter- 
ation and  liych-ation  may  be  due  to  the  slenderness  of  the  crystals,  and  the  consequent  great  ex- 
posure to  tno  action  of  moisture  and  the  atmosphere.  IT.=:5  — G.  G.  =  2-S0  — 3-T5  ;  :!-G3  — 3  65 
from  Fiilo-fjeld ;  o-j  tG,  from  Hitteroe,  Raumi. ;  3-37:^.,  Scheerer ;  3-69  — 3*7 1.  from  Swampscot, 
Mass.,  Ealch ;  2*S6  — 2'93,  from  Naes  mine,  10  m.  E.  of  Arendal,  a  hydrous  variety  containing  12 
p.  c.  of  water.    Lustre  vitreous  to  greasy 

4.  Xii.iifJiortliUe,  of  Hermann,  is  yellowish  and  contains  much  water,  and  is  apparently  an  altered 
variety;  G.  =  2-78  — 2-9.    Named  from  fii/J;?,  ydloiv,  and  orthi/e. 

5.  Pf/rorihile  of  Berzelius  is  an  impure  orthite-like  mineral,  in  long  prisms  of  rather  loose  tex- 
ture, contaming  as  its  principal  impurity  some  carbonaceous  material  (over  30  p.  c),  and  show- 
ing this  in  its  burning  before  the  blowpipe.  Named  from  -uo,fire,  and  orth'de.  From  Kararfvet, 
near  Fahlun. 

6.  Erdniaanite,  of  Berlin,  from  Stokr),  near  Brevig,  is  near  orthite  in  composition.  It  occurs  in 
imbedded  grains  and  plates,  with  G-.  =  3-l,  lustre  vitreous,  color  dark  brown,  and  is  translucent  in 
thiu  splinters.    Named  after  Prof  Erdmann.    Contains  4  to  5  p.  c.  of  water. 

Allanite  is  a  cerium-qj/dote.  But,  besides  a  large  percentage  of  cerium,  it  contains  generally 
the  related  metals,  lanthaimm  and  didy  ni  l  n,  wltii  also,  sometiaies,  a  little  yttrium,  and  rarely 
traces  of  glucinum.  The  condition  of  oxydatioji  of  the  iron  has  not  been  exactly  determined  in 
most  of  the  analyses,  and  conspquenlly  tlie  results  are  discordant.  The  best  determinations, 
according  to  Ranr.nelsberg,  atlbrd  approximatelv,  the  garnet-ratio  1  :_I  :  2,  instead  of  the _  epidote 
ratio  1:2:3,  whence  the  formula  (.V  H^  +  iV  tlf  Si^  In  this  formula  R=:Ca,  Ce,  La,  i)i,  Fe,  with 
somet'mes  jig.  V,  Mn  ;  and  K=iV:l,  Fe.    Analyses  9-1 1  gave  this  oxygen  ratio  to  G-enth. 

Analyses:  I.  Allanite;  1.  Stromeyer  (Fogg.,  xxxii.  288) ;  2,  Credner  (Fogg.,  Ixxix.  4U) ;  3, 
Rammelsberg  (Fogg.,  Ixxx.  285);  4,  Bergemann  i^Fogg.,  Ixxxiv.  485);  5,  Zschau  (Jahrb.  Min.,  1852, 
652);  G,  7,  Schoerer  (Fogg.,  li.  407.  4G5,  Ivi.  479.  Ixi  63G);  8,  Hermann  (J.  pr.  Ch.,  xxiii.  27:;, 
xliii.  35,  9!»);  9,  10,  1 1,  F.  Keyser  (Am.  J.  ScL,  IL  xix.  20);  12,  T  S.  Hunt  (Froc.  N.  H.  Soc.  Bos- 
ton, viii.  57). 

IL  Ceriae;  13,  Hisinger  (Afh.  i.  Fys.,  iv.  327);  14.  Scheerer  (1.  c.) ;  15,  P.  T.  Cleve  (GEfv.  Ak. 
Stockh..  xix.  425,  1862,  J.  pr.  Ch ,  xci.  223);  16,  v.  Rath  (Fogg.,  cxix.  273);  17,  18,  D.  U.  Balch 
(Am.  J.  Sci,  II.  xxxiii.  348). 

III.  Ura  orthiie;  19,  20,  Hermann  (L  pr.  Ch.,  xliii.  102,  105);  21,  Rammelsberg  (Min.  Ch., 
746). 

lY.  OrtUtp.;  22,  23,  Berzelius  (Hisinger's  Min.  Schwed.);  24,  25,  Berlin  (Jahresb.,  xvii.  221): 
26,  27,  28,  Scheerer  (1.  c.;;  29,  C.  W.  Blomstrand  (CEfv.  Ak.  Stockh.,  1854,  296,  L  pr.  Ch.,  Ixvi. 
156);  30,  F.  Stifft  (Jahrb.  Min.,  1856,  395);  31,  D.  Forbes  (Edinb.  N.  Fh.  L,  IL  vi.  112);  32. 
Strecker  (Christiania  Univ.  Frogramrae,  1854,  Ed.  N.  Fh.  J.,  IL  vi.  112);  33,  Zittel  (Ann.  Ch. 
Fharm.,  exii.  85). 

V.  Xaiithortlute  ;  34,  35,  Bahr  and  Berlin  (CEfv.  Ak.  Stockh.,  1845,  86). 

VI.  Erdnianmte ;  35,  Berlin  (Fogg.,  Ixxxviii.  162). 


Si 

XI  3Fe 

Fe 

Mn 

Ce 

La  i)i 

Y 

Ca 

Mg 

H 

1. 

Allanite  33-02 

15-23   

15-10 

0-40 

21-60 

11-08 

3-0  =  99-40  S. 

2. 

37-55 

15-99   

16-83 

0-23 

3-19 

9-30 

0-56 

13-60 

0-2  i 

1-80=99-27  C. 

3. 

u 

31-86 

16-87  3-58 

12-26 

21-27 

2-40 

10-15 

1-67 

1-11=101-17  R. 

4. 

u 

33-83 

13-61  3-33 

12-72 

0-82 

20-90   

9-36 

1-40 

2-95  =  99-02  B. 

6. 

(( 

33-41 

10-90 

20-88 

20-73 

0-69 

10-52 

3-12  =  100-25  Z. 

6. 

u 

(1)  34-92 

15-90  

14-98 

1-27 

13-34 

5-80 

11-96 

0-93 

0-51=99  61  S. 

7. 

(( 

(5)  34-8S 

15-95   

15-35 

13  73 

7-80 

11-50 

0-G6 

 =99-87  S. 

8. 

u 

37-46 

18-09  

13-84 

6-77 

9-76 

1-50 

13-18 

1-02 

3-40  =  99-27  IL 

9. 

ii 

(1)32-19 

12-00  6-34 

10-55 

0-51 

15-37 

8-84 

9-14 

0-64 

1-19,  Xa  1-00,  K 

1.-18  =  98  15  K. 

10. 

11 

(f)  32-89 

12-49  7-33 

9-02 

0-25 

15-68 

10-10 

7-12 

1-77 

2-49,  Xa  U-09,  K 

0-14=99-37  K. 

U. 

u 

(1)  33-31 

14-34  10-83 

7-20 

13-42 

2-70 

11-28 

1-23 

3-01,  Xa  0-41,  K 

1-33  =  99-06  K 

12. 

(( 

30-20 

13-05  18-25 

ir. 

16-60 

6-90 

11-76 

1-70 

1-30  Hunt. 

13.  Cerine  30-17 

11-31  

20-72 

28-19 

9-12 

 ,  Cu  0  87  = 
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OXYGEN  COMPOFNDS. 


Si       ^1  3Pe 


14,  Ceriie 

15.  " 
IH.  " 
3  7.  " 

32  06 

30-  99 

31-  83 
33-31 

6-49  25-26 
9-10  8-71 

13-  66  10-28 

14-  73   

18. 

Massive 

32-94 

33-60 

19.  Uralorth.  35-49 
2(t.       "  34-47 

18-21   

14  36  8-24 

21. 

u 

34-08 

16-86  7-35 

22.  Orthite 

23.  " 

24.  " 

36-25 
32-00 
36-24 

14-00  

14'80   

8-18  

25. 

33-60 

12-58   

26. 
27. 

u 
u 

34-93 
33-81 

14-26   

13-04   

28. 

<( 

32-77 

14-32   

29. 

it 

33-25 

14-74  14-30 

30. 

(( 

32-79 

14-67   

31. 

u 

31-03 

9-29   

32. 

(( 

31-85 

10-28   

33. 

(( 

32-70 

17-44  16-26 

34.  Xaw^Aor^/i.  32-93 

15-54   

35. 

l( 

27-59 

16-14   

3«.£Vi?man7i.31-85 

11-71   

Fe  iln     Oe     La  i)i 

    23-8.-)  2-45   

12-  69    11-35  16-08 

8-  69        0-40  20-89   

15-82    21-94   

13-  03  2-37  10-85  6  54   

7-67    14-79  7-66   

7-  90    21-38 

U-42       1-36  17-89   

12-  44       3-40  19-44   

9-  06    4-98   

13-  48    4-56   

14-  90  0-85  21-43 

15-65  20-50   

14-76       1-12  17-70  2-31 

  1-08  14-51   

14-71    22  31 

20-68  0-07    6-74  4-35   

19-27    12-76   

  0-34    3-92  15-41 

4-21  0-39  2001 

16  01  1-55  11-75 

8-  52  0-86  34-89 


Y     Ca    Mg  fl 

  8-08  1-16  0-60  =  99-90  S 

  9-08  1-36  0-33  =  9'.i-r.9  C. 

  11-46  2-70   =99-91  R. 

1-32    7-85  1-25  1-49,  Na  undei. 

=  97-71  B. 

1-32    7-87  1-47  1-49,  Na  imdet 
=  99-40  B 

  9-25  2-00  2-00  =  99  80  H. 

  10-20  1-08  l-o6=]00-(i3 

Her  maun. 

  9-28  0-95  1-32,  Cu  o-]H  = 

99-25  R. 

3-80    4-87    8-70=97-79  B. 

3-44    7-84    5-36  =  98-72  B. 

29-81    5-48  0-01  4-59,  K,Xa 

0  61  =  99  96  B. 
20-83    9-59  1-60  3-34,  K,  Xa 

0-6J  =  100  B. 
1-91  10-42  0-86,  0-52  =  100  08  S. 

1-  45    9-42  0-38  3-38,  K  0-t>7  = 

98-30  S. 

0-  35  11  18  0-50  2-51,  K  0-26= 

98-28  S 

0  69  12-04  0-74  8  22  (loss  ind  ) 
Na  0-14,  K  (1-29=100  B. 

2-  42    9-68  1-20  2  67,  Na  0-34. 

K  0-41  =  ]  01-20  S. 

1-  02    6-68  2-OG  12-24,  Na  O'oh, 

K  0-90,  '^2  3-71  =  99-18  F. 

  9-12  1-86  18-37    (C  incl.) 

Cu  (»-54  =  99-05  S. 
  11-24  0-90  2-47,    C  0-28. 

Na  0-24,  K  0-51  =  101-71  Z. 

0-  59    6-76  2  15  17-55   (incl.  C) 

=  100-13  B.  &  B. 

2-  12    2-28  4-9411-46.  C  6-71  = 

100-55  B.  &  B. 

1-  43    6-46           4-28=100  Ber. 


Analysis  1,  from  Iglorsoit;  2,  Gr.  =  3-79,  from  Krux,  Tlmriugia;  3,  0.  ratio  1:1:2,  from  Ches- 
ter Co.,  Pa.;  4.  from  West  Point,  N.  Y. ;  5,  G.  =  3-49l7,  near  Dresden;  6,  near  Jotunfjeld;  7, 
Snarum ;  8,  G- =3-48  — 3-66,  from  Werchoturie,  Ural,  the  so-caUed  bucklandite;  9,  G.  =  3-782, 
H.  =  5-5,  pitch-black,  no  cleavage,  from  Orange  Co.,  N.  Y. ;  1<\  Gr.  =  3-831,  H.  =  6,  pitch-black, 
from  near  Eckhardt's  furnace,  Berks  Co.,  Pa.;  11,  G.  =  3-491,  H.  =  5,  bnh.-bk.,  Bethlehem,  North- 
ampton Co.,  Pa.;  12,  G.  =  3-84,  Franklin,  N.  J.,  in  magnetic  iron. 

13,  G.  =  3-77  — 3-80,  Bastnaes;  14,  Riddarhyttan ;  15,  G-. =4-1 08— 4-103,  0.  ratio  4  :  3  :  7;  16, 
G.=:3-983,  from  L.  Laach;  17,  18,  G-.  =  3-69  — 3-7 1,  jet-black,  massive,  from  Swampscot,  Mass. 

19,  20.  G.  =  3-4] -3-647,  from  Miask,  in  the  Ural;  21,  G.  =  3-647,  Miask. 

22,  G.  =  3-2S8,  Fahlun;  23,  Finbo;  24,  25,  G.  =  S-5,  Ytterby;  26,  G.=3-63-3-65,  FiUefjeld  ; 
27,  28,  G.  =  3-373,  Hitteroe;  29,  Wexio,  Sw.;  3(t,  G.  =  3-44— 3-47,  pitch-bk.  to  bnh.-bk.,  in  syenite 
Dear  Weinheira ;  81,32.  G.  =  2-86— 2-93,  gnh.-bk.,  Naes  mine,  Norway,  in  a  granite  containing 
both  orthoclase  and  oligoclase ;  38,  Naes  mine,  near  Arendal;  84,  G.  =  2-78,  yellow,  Eriksberg; 
35,  G.  =  2-88,  black,  Kullberg;  36,  Stoko,  in  the  Laugesund  fiord,  near  Brevig,  G.  =  3-l. 

Ranimelsberg  found,  on  examination,  that  the  Hitteroe  orthite  contained  J?e  8-16  and  Fe  8-30, 
and  thus  deduced  for  the  mineral  the  0.  ratio  1:1:2.  The  cerine  of  Bastnaes  contained,  accord- 
ing to  Damour,  1-74  p.  c.  of  water. 

The  py '-orthite  afforded  BerzeUus  (I.  c.)  Si  10-43,  Xl  3-59,  Fe  6-08,  Mn  1-39,  Ce  13-92,  Y  4-87, 
Ca  1-81,  H  26*50,  carbon  (by  loss)  31  41. 

Pyr.,  etc. — Some  varieties  give  water  in  the  closed  tube.  B.B.  fuses  easily  and  swells  up 
(F.  =2-5)  to  a  dark,  blebby,  magnetic  glass.  With  the  fiuxes  reacts  for  iron.  Most  varieties 
gelatinize  with  muriatic  acid,  but  if  previously  ignited  are  not  decomposed  by  acia 

Obs. — Occurs  in  albitic  and  common  feldspathic  granite,  syenite,  zircon-syenite,  porphyry,  white 
limestone,  and  often  in  mines  of  magnetic  iron.    Alianite  occurs  in  Greenland,  in  granite ;  at 
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Criffel,  in  Scotland,  in  small  crystals :  at  Jotun  Fjeld  in  Norway,  in  a  kind  of  porphyry,  and  at 
Snarum,  in  albite,  along  with  rutile  and  apatite ;  at  Plaueusche  Griind,  near  Dresden ;  in  granite 
near  Suhl  in  the  Thuringerwald.  Ctrine  occurs  atBastniis  in  Sweden  ^vith  hornblende  and  chalco- 
pyrite.  Orthite  occurs  in  acicular  crystals  sometimes  a  foot  long  at  Finbo  near  Fahlun,  and  at 
Ytterby  in  Sweden ;  at  ^keppsholm  near  Stockholm,  in  black  vitreous  masses  disseminated 
through  gneiss ;  also  at  Krager()e,  Ilitteri'C,  and  Fille  Fjeld  in  Norway  ;  at  Miask  in  the  Ural. 
Ura  orthite  occurs  with  small  crystals  of  zircon  in  flesh-red  feldspar  at  Miask  in  the  Ural. 

In  M(MS.  '^  at  the  Bolton  quarry ;  at  St.  Royalstou,  in  boulders ;  in  Athol,  on  the  road  to  AVest- 
minster,  in  gneiss;  at  Swampscot,  near  Marblehead.  In  Conn.^  at  Allen's  vein,  at  the  gneiss 
quarries,  Iladdam.  In  N.  York,  near  W.  Point,  in  tabular  cryst. ;  Moriah,  Essex  Co.,  with  magnet- 
ite and  apatite,  some  cryst.  8-10  m.  long,  6-8  broad,  and  1-2  thick;  at  Monroe,  Orange  Co.  In 
K  Jersey,  at  Franklin  vnth  feldspar  and  magnetite.  In  Fenn.,  at  S.  Mountain,  near  Bethlehem, 
in  large  crystals;  at  E.  Bradford  in  Chester  Co.  (called  orthite,  Ci.  =  o'6,  anal.  3);  at  Easton, 
Xorthampton  Co. ;  near  Eckhardt's  furnace,  Berk's  Co.,  abundant.  In  Canada,  at  St.  Paul's,  C. 
"\V. :  Bay  St.  Paul,  C.  E. ;  at  HoJlow  lake,  head-waters  of  the  S.  Muskoka  (G.=3-255— 3-288, 
Chapman). 

On  cryst.,  see  Kokscharof,  Min.  RussL,  iii.  344,  iv.  37  ;  v.  Rath,  Poorg.,  cxiii.  281,  ZS.  G.,  xvi. 
ii5r;. 

Alt. — The  hydrous  varieties  of  allanite  or  orthite  are  properly  altered  forms  of  the  species. 
They  often  contain  carbonic  acid.  It  is  probable  that  the  carbonates  of  lanthanum  and  of  cerium 
proceed  at  times  from  ihe  alteration  of  allanite. 

At  Slllbi)hle,  in  Finland,  there  are  crystals  of  allanite  having  an  epidote  nucleus,  and  crystals 
of  epidote  having  a  nucleus  of  allanite,  apparently  indicating  that  a  change  had  taken  place  from 
one  to  the  other. 


279.  MUROMONTITE.    Kerndt,  J.  pr.  Ch.,  xliii.  228,  1848. 

Amorphous;  without  any  trace  of  crystallization.    In  grains. 
H.  =  T.    G.=4-263.    Lustre  vitreous  or  slightly  greasy.    Color  black  or 
greenish-black. 

Oomp. — Apparently  related  to  allanite,  but  containing  much  yttrium,  and  httle  aluminum  or 
cerium.    Analysis:  Kerndt  (1.  c): 

Si      ^1     :6e     Fe      Mu     6e     La      Y       Ca     Mg     Na     K   fi  &  loss. 
31-09    2-24    5-52    11-23    0-91    5-54    3-54    37-14    0-71    0*42    0-65    047  0'8o 

Obs. — From  Mauersberg,  near  Marienberg,  in  the  Saxon  Erzgebirge. 
Named  from  a  Latin  rendering  of  Mauersberg. 

279A.  BODENTTE  Breith.,  Pogg.,  Ixii.  273,  1844,  Kersien,  ib.,  Ixiii.  135,  Kerndt,  J.  pr.  Ch.,  xliii. 
219.  Related  to  muromontite  in  composition,  and  in  containing  more  yttrium  than  cerium,  but 
has  a  larger  percentage  of  alumina  and  hme,  and  no  giucina,  and  is  hydrous.  Composition  ac- 
cording to  Kerndt  (1.  c.)  : 

Si        ^1       fe     Mn     Oe      La      Y      Ca     Mg    Na  K 
26-12    10-34    12-05    1  62    10-46    7-57    17-43    6-32    2-34    0-84.  1-21  3-82=100. 

From  Boden,  near  Marienberg,  with  muromontite. 

27 9B.  MiCHAELSOXiTE  Dana.  An  orthiie-like  mineral  occurring  near  Brevig  with  meliphanite, 
containing,  like  muromontite,  Uttle  alumuia  and  some  giucina,  afforded  Michaelson  and  Nobel 
(CEfv.  Ak.  Stockh.,  1862,  505): 

.  Si      Al     ¥e     Zt     ]6e      Ce    La,  Di    Y      Mg  Na  S 

1.29-21    2-81    6-42    5-44    4-27      9*79    15-60    1-63    0-45    14-93    2-45    5-50  =  98-41  Mich. 

2  28-80  17  51  11-47    14-12    1-49     ir.     16-06     Nobel. 

In  anal.  2,  Nobel  obtained  also  0-83  p.  c.  of  a  precipitate  by  means  of  S  H.  H.=4— 5  ;  G.  =  3-44 ; 

in  thin  splinters  transparent  to  translucent;  lustre  vitreous;  amorphous.  It  differs  from  muro' 
moutiie  in  containing  but  little  yttria. 

19 


290 


OXYGEN  COMrOUNDS. 


280,  ZOISITE.  Saualpit  (fr.  the  Sau-Alpe  in  Carinthia)  v.  Zois,  and  Carinthian  Mineralogists^ 
before  1806,  Klapr.,  Beitr.,  iv.  119,  1807.  Zoisito  (fr.  Carinthia)  Weom.,  1805.  Yar.  of  Epidote 
K,  J.  d.  M,  xix.  365,  1806,  Bernhardi,  Moll's  Efem.,  iii.  24,  1807.  Illuderit  Lemh,  Syst.  Tab,, 
p.  iv.  1806.  Lime-Epidote.  Zoi^-ite,  sp.  distinct  from  Epidote,  Brooke.,  Ann.  Phil,  II.  v.  3b2, 
1823.    Thulite  Brooke,  Cryst.,  494,  1823.    Unionite  Silliman,  Am.  J.  Sci.,  II.  viii.  384. 

Jade  (fr.  near  L.  Geneva)  II.  B.  de  Saussure,  Yoy.  Alpes,  i.  §  112,  17>0.  Bittersteiu,  Schweiz- 
erische  Jade,  Ildj^fner,  Mag.  Helvet.,  i.  291,  Bergm.  J.,  448,  1788.  Nephrite  pt.  Wern.  Leh- 
manite  Delameth.,  T.  T.,  ii.  354.  Jade  tenace.  Jade  de  Saussure,  5".,  Tr.,  iv.  1801.  Saussurite 
T.  de  Saussure,  J.  d.  M.,  xix.  205,  1806.  Yar.  of  Zoisite  2\  S.  Hunt,  Am.  J.  Sci.,  II.  xxv.  437, 
1858,  xxvii.  336,  1859. 

Ortlioi-liombic.  /A  7=116°  40',  0  A  l-^=131°  ly  ;  a^h  :  c=l-1493  : 1  : 
1*62125.  Observed  planes  :  vertical,  /,  i-i,  i-l,  i-3,  ^'-f ,  ^-3,  1-4 ;  domes, 
l-l^  i-l ;  octahedral,  J,  2-4  ;  |-6. 


i/i  i 


Tennessee. 


272 


/A 

I A 
i-i  A 
i-l  A 
i  2  A 
i-s  A 
i-2>  A 
l-i  A 
l-i  A 
i-i  A 
hi  A 


^-^-=121°  40',  meas. 
^'-2  =  165  29 
fg  =  151  37 
^-2  =  162  51 
f  2=145  42 
iA,  front,  =  56  46 
sido,=123  14 
l-i,  top,  =  109  20 
l-^,  top,  =  80  3 


1-1—125  20,  meas. 
i-^=120  14 

1 . 


144  57,  Descl. 


Tennessee. 


Figure  272,  observed  form,  the  right  I 
and  ^-2,  and  ^-3  wanting,  and  planes  on 
left  side  of  summit  nearly  obsolete ;  271,  the  normal  form  as  dednced  from 
272.  Crystals,  lengthened  in  the  direction  of  the  vertical  axis,  and  verti- 
cally deeply  striated  or  furrowed.  Cleavage  :  i-i  very  perfect.  Commonly  in 
crystalline  masses  longitudinally  furrowed.    Also  compact  massive. 

H.  =  6  — 6'5.  G.  =  3'll— 3'38.  Lustre  pearly  on  ^'-^  ;  vitreous  on  sm*face 
of  fracture.  Color  grayish- white,  gray,  yellowish,  brown,  greenish-gray, 
apple-green  ;  also  peach-blossom-red  to  rose-red.  Streak  un colored.  Trans- 
parent to  sub  translucent.  Double  refraction  feeble  ;  optic-axial  plane  i-l ; 
bisectrix  positive,  normal  to  i-i  ;  Descl. 


Var. — A.  LiME-ZoisiTE.  1.  Ordinary.  Colorsgray  to  white  and  brown.  /A/in  Z.  of  Saualpe 
116*  48',  Breith. ;  of  Moravia,  117°  5',  A.  Weisbach,  the  crystal  the  rhombic  prism  /  with  tlie 
planes  i-2  and  i-i,  and  basal  cleavage  at  right  angles  to  /  distinct.  For  Z.  of  Rauris,  G.  =3*226, 
Breith. ;  of  Saualpe,  3-345,  id. ;  of  Moravia,  3-336,  id. ;  of  Ealtigl,  3-381,  id. ;  of  Titiribi,  N.  Gre- 
nada, 3-381,  id.    Unionite  is  a  very  pure  zoisite. 

2.  Base-red.  or  7'hidite.  (3-.  =  3 -124;  fragile;  dichroism  strong,  especially  in  the  direction  of  the 
vertical  axis  ;  in  this  direction  reddish,  transversely  colorless. 

B.  Lime-Soda  Zoisite  ;  Saussurite  (in  part).  The  original  saussurite,  from  the  vicinity  of 
Lake  Geneva,  is  a  fine-grained  compact  zoisite,  as  shown  by  Hunt,  both  by  the  specific  gravity 
and  the  composition.  G.=:3*261,  fr.  the  vicinity  of  Lake  Geneva,  de  Saussure;  3-365  —  3-385, 
Hunt;  3'227,  Fikenscher;  H.=G-o  — 7  ;  color  pale  bluish-green,  greenish-gray,  to  white  or  nearly 
so ;  very  tough.    Hiitlin  and  Pfaffius  have  described  a  saussurite  which  occurs  with  serpentine 
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in  the  Schwarzwald  (anal.  28).  It  was  partly  altered,  and  had  the  low  hardness  3*5,  with  G!-.= 
3-16. 

Comp, — A.  lime-epidote,  with  little  or  no  iron,  and  thus  differing  fromepidote.  Formula  (^Ca* 
+  f  2^1)- Si^=: Silica  ;:!9  9,  alumina  22-8,  hme  37-8  =  100.  The  amount  of  sesquioxyd  of  iron  varies 
from  0  to  G'iVS  p.  c. ;  if  much  more  is  present,  amounting  to  a  sixth  atomically  of  the  protoxyd 
bases,  the  compound  appears  to  take  the  mouochnic  form  of  epidote,  instead  of  the  orthorhumluc 
of  zoisite. 

Scmssuriie,  according  to  the  analyses,  has  the  0.  ratio  for  R,  Jj,  Si=l  :  2  :  3|,  instead  of  1  :  2  :  3, 
and  it  appears  as  if  this  was  another  case  in  which  an  increase  of  silica  accompanies  the  increase  of 
alkali  in  the  bases.  Both  Hunt  and  Fikensclier's  analyses  give  the  0.  ratio  2  :  3  j  for  the  sesquioxyds 
and  silica.  Hunt's,  however,  has  an  excess  of  protoxyds.  In  a  second  analysis  by  Hunt  (see  below), 
the  specimen  contained  mixed  talc,  amounting  to  10  or  1 2  p.  c. ;  and  if  the  magnesia  in  the  first, 
and  in  Fikensclier's,  is  due  in  part  to  talc,  this  would  subtract  from  the  sihca;  and  but  a  small 
reduction  in  this  way  would  make  the  ratio  1:2:3. 

Analyses:  1,  2,  Klaproth  (Beitr.,  iv.  179,  v.  41);  3,  Rammelsberg  (Pogg.,  c.  133);  4,  Bucholz 
(Gehl.  J.,  i.  200) ;  5,  Geff  ken  (Epid.  Anal.  Dissert.  JenjB,  1824) ;  6,  Rammelsberg  (1.  c.) ;  7,  Getf- 
ken  (1.  c.) ;  8,  Hermann  (J',  pr.  Ch.,  xliii.  35);  9,  Stromeyer  (Unters.,  378);  10,  Rammelsberg  (1. 
c);  11,  Richter  (Haid.  Ber.,  iii.  114);  12,  Rengert  (Ramm.  Min.  Ch.,  1020);  13,  14,  Rammelsberg 
(1.  c,  751);  15,  Bernard  (J.  pr.  Ch.,  v.  212);  16,  Kiihn  (Ann.  Ch.  Pharm.,  lix.  373);  17,  Rammels- 
berg (1.  c);  18,  Brush  (Am.  J.  Sci.,  IT.  xxvl  69);  19,  Thomson  (Min.,  i.  271);  20,  Genth  (Am.  J. 
Sci.,  II.  xxxiii.  197) ;  2 1,  Trippel  (ib. ) ;  22,  C.  Gmelin  (J.  pr.  Cli..  xliii.) ;  23,  Berlin  (Pogg.,  xlix.  539) ; 
24,  Pisani  (C.  R.,  Ixii.  100);  25,  Boulanger  (Ann.  d.  M.,  HI.  viii.  159);  26,  T.  S  Hunt  (Am.  J. 
Sci.,  II.  xxvii.  345) ;  27,  Fikenscher  (J.  pr.  Ch.,  Ixxxix.  456) ;  28,  Hiitlin  and  A.  v.  Pfaffius  (Kenng., 
Ueb.,  1861,  76): 

H 

 =98  Klaproth. 

 =98-5  Klaproth. 

2-09  =  99-84  Ramm. 
2-00  =  99-50  Bucholz. 
— ,  Mn  7-55  =  lU()-50  Geffk. 
2-08  =  99-53  Ramm. 
 ,Mn  1-78  =  101-92  Geffk. 

1-  69=  100-05  Hermann. 

0-  95,  Mn  0-17  =  100-18  Str. 

2-  04=98-82  Ramm. 

1-  22  =  101-39  Richter. 

2-  87  =  99-18  Rengert. 

3-  67  =  99-56  Ramm. 
3-18,  K  0-9 1  =  99-98  Ramm. 
 ,  K  1-50  =  98-55  Besnard. 

0-  42  =  99-81  Kiihn. 
2-25  =  99-83  Ramm. 

2-  22=100-89  Brush. 

1-  71=99-34  Thomson. 
0-11,  Mn  0-19,  Cu  0-24= 

99-20  Genth. 
0-26  =  99-22  Trippel. 

0-  64,  Na  1-89,  Mn  1-63  = 
99-13  Gmelin. 

1-  32,  Mn  1-05  ^  V  0-22  = 
98-53  Berlin. 

3-  70  =  100-55  Pisani. 

 ,  K  1-6  =  100-6  Boulang. 

0-35,  Na  3-08=100-04  Hunt. 
O-Yl,  Na  4-23  =  99-68  Fik. 
3-83,  Na,  K  3-83  Hiitlin. 

*  Soda  and  potash.      ^  Made  Mn^  0^  by  Berlin. 


1.  Saualpe,  gnh.-gy. 

2.  "  rdh.-iohiie 
3. 

4.  Fichtelgebirge 

5.  " 
6. 

7.  Faltigl,  Tyrol 
8. 

9.  Sterzing,  Tyrol,  whiie 
10. 

11.  Passeyrthal,  Tyrol 

12.  "  "  gyli.-white 

13.  Thai  Fusch,  ywh.-gij. 

14.  Mt.  Rosa,  gnh. 

15.  Grossarlthal,  Salzburg 

16.  Zwiesel,  Bav. 

17.  Goshen,  Mass. 

18.  Uuionville,  Pa.,  Unionite 

19.  Williamsburg,  Mass. 

20.  Polk  Co.,  Tenn.,  gy.^  gnh. 

21.  "  " 

22.  Tellemark,  ThuUte 

23.  Arendal,  " 

24.  Traversella,  " 

25.  Orezza,  Saussurite 

26.  L.  Geneva,  " 

27.  "  " 

28.  Schwarzwald, 


Si 

^1 

Fe 

Mg 

Ca 

45 

29 

3 

21 

44 

32 

2-5 

20 

40-64 

28-39 

3-89 

0-57 

24-26 

40-25 

30-25 

4-50 

22^50 

40-(t3 

29-83 

4-24 

18-85 

40-32 

29-77 

•Z-77 

0-24 

24-35 

40-74 

28-94 

5-19 

4-75 

20-52 

40-95 

30-34 

5-51 

21-56 

39-91 

31-97 

2-44 

0-89'* 

23  85 

4O-00 

30-34 

2-06 

0-23 

24-15 

40-57 

32-67 

5-11 

20-82 

39-56 

27-64 

3-00 

1-11 

25-00 

41-92 

27-09 

2-94 

1-21 

22-73 

42-35 

28-30 

3-08 

0-56 

21-60 

40-00 

26-46 

6-33 

3-60 

20-16 

40-62 

29-18 

6-19 

0-73 

22-67 

40-06 

30-67 

2-45 

0-49 

23-91 

40-61 

33-44 

0-49 

tr. 

24-13 

40-21 

25-59 

8-55 

23-28 

40  04 

30-63 

2-28 

tr. 

25-11 

43-20 

29-60 

2-88 

0-56 

22-Y2 

42-81 

31-14 

2-29 

18-73 

40-28 

31-84 

1-54 

0-66 

21-42 

41-79 

31-00  Fe  1-95 

2-43 

19-68 

43-6 

32-0 

2-4 

21-0 

43-59 

2t-72 

2-61 

2-98 

19-71 

45-34 

30  28  Fe  1-37 

3-88 

13-87 

42-64 

3rOOF( 

5  2-40 

5-73 

8-21 

In  anal.  3,  G.  =  3-353;  anal.  6,  G.=3  361 ;  anal  10,  G.  =  3-352;  anal  13,  G.=3-251 ;  14,  G.= 
3-280 -,  17,  G.  =  3-341;  18,  G.  =  3-299;  20,  G.  =  3-344,  some  specimens  pinkish;  23,  G.  =  3-34; 
24.  G.=3-02,  H.  =  6-5;  26,  G.  =  3  :^— 3-4,  H.  =  7,  the  mineral  from  the  valley  of  the  Rhone  ic 
Switzerland,  or  the  region  of  L.  Geneva;  27,  G.  =  3*227,  same  loc. ;  28,  G,=3-16. 
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Anal.  20  is  of  the  same  mineral  that  was  analyzed  by  Mallet  uTider  the  name  idocrase  (Am.  J 
Sci.,  II.  XX.  85).  In  anal  28,  1-13  of  the  silica  was  separated  as  solvMe  silica.  Hunt  obtained  foi 
another  specimen  of  saussurite  containing  much  talc  (which  was  so  disseminated  through  it  that 
separation  was  impossible)  Si  48-10.  ^1  25*34,  Pe  3-30,  Ca  12-60,  Mg  6-7G,  Na  3-55,  ign.  0-66= 
1 00-31.  If  all  but  3  p.  c.  of  the  magnesia  (the  amount  in  anal.  26)  belonged  to  the  talc,  tlj 
amount  of  talc  present  would  be  11  p.  c. 

Pyr.,  etc. — B.B.  swells  up  and  fuses  at  3 — 3-5  to  a  white  blebby  mass.    Not  decomposed  1- 
acid ;  when  previously  ignited  gelatinizes  with  muriatic  acid. 

Obs.— This  species  was  instituted  by  Werner  in  18i»5,  first  united  to  epidote  by  Haiiyan  i 
Bernhardi  independently  in  1806,  and  separated  again  from  epidote  on  crystaUographic  grounds  by 
Brooke,  in  1 823.  Descloizeaux  has  confirmed  Brooke's  conclusion  by  optical  examinations,  and  fur- 
ther has  shown  that  the  crystaUization  is  orthometric,  instead  of  cliuometric.  Thulite  is  referred  to 
the  species  by  Descloizeaux.  together  with  the  lime-epidote  from  most  of  the  localities  mentioned 
in  connection  with  the  analyses.  The  angle  i-2  M-l  in  thulite  is  near  152°.  Brooke  remarks 
upon  the  isomorphism  of  the  species  with  euclase. 

Zolsiit  was  so  named  after  Baron  von  Zois,  from  whom  "Werner  received  his  first  specimens ; 
and  Thulite,  after  Thule,  an  ancient  name  of  Norway. 

The  original  zoisite  is  that  of  the  Saualpe  in  Cariuthia.  Other  localities  are  as  mentioned.  The 
gray  mineral  of  Fichtelgebirge  in  Baireut,  was  referred  here  by  Bernhardi  (1.  c,  ISOti),  and  both 
to  epidote.  Thulite  occurs  at  Souland  in  Telleniark,  in  Norway,  with  bluish  idocrase  (cyprine\ 
yellowish-white  garnet,  epidote,  and  fluorite;  also  at  the  iron  mine  of  Klodeberg  near  Arendal; 
and  at  Traversella  in  Piedmont,  forming  small  veins  with  talc  and  actinolite  in  granite. 

Saussurite  forms  with  smaragdite  the  euphotide  of  the  Alps,  a  rook  which,  as  a  i-esult  of  glacier 
action,  is  widely  distributed  in  boulders  over  the  valley  of  the  Rhone,  and  the  country  about  Lake 
Geneva  ;  the  boulders,  as  ascertained  by  Prof.  Guyot.  were  derived  from  the  chain  of  the  Sassgrat, 
through  the  valley  of  the  Sass,  and  are  distributed  to  a  distance  of  150  m.  from  this  place  of  ori- 
gin. Found  also  in  serpentine,  in  the  Schwarzwald,  but  more  or  less  altered  (anal.  28).  Hunt 
showed  that  both  the  very  high  specific  gravity  and  composition  identified  the  mineral  with  zois- 
ite. (For  other  minerals  that  have  passed  under  the  name  of  saussurite,  see  Garnet,  Meionite, 
Labradorite.) 

In  the  United  States,  found  in  Vermont,  at  WiUsboro,  in  columnar  masses  ;  at  Montpeher,  bluish- 
gray  along  with  calcite.  in  mica  schist.  In  Mass..  at  Chester,  in  mica  schist ;  at  Goshen,  Chesterfield, 
Hinsdale,  Heath,  Leyden,  Williamsburg,  Windsor.  In  Conn.,  at  Milford.  In  Penn.,  in  W.  Brad- 
ford and  W.  Goshen,  Chester  Co.;  in  Kennet  township  and  E.  Marlboro;  at  Union viUe,  white 
{Unionite)  with  corundum  and  euphyllite.    In  Tenn.,  at  Ducktown  copper  mines. 

Neither  zoisite  nor  epidote  has  yet  been  found  among  furnace  or  laboratory  products. 

On  cryst.,  B.  &  M.,  p.  306;  Descl.,  Min..  i.  238.  The  crystal  figured  above  by  the  author  (and 
from  the  cabinet  of  Prof  Brush)  is  i  in.  long,  but  was  attached  by  one  side  to  a  large  imperfect 
crystal,  and  hence  its  planes  were  irregularly  developed.  The  left  \-i  and  2-4  were  minute  and 
somewhat  rounded.  The  angle  /a  i-i  by  Descloizeaux's  measurement,  is  121°  40',  as  given  above ; 
Descloizeaux  obtained  also  for  j-i  Az-2  =  162'  20',  4-?A|-i,  top,  =  120°  nearly;  for  w  A  «-2=  107°  13', 
whence        /-2  =  145°  34',  and  Miller  found  107°  12',  whence  145°  36'. 

Zoisite  is  closely  isomorphous  with  epidote.  If  the  figure  266  under  epidote  (p.  28)  is  placed 
with  the  longer  planes  vertical,  it  then  represents  very  nearly  the  form  of  zoisite  ;  the  angle  of  this 
prism  is  115'  24',  and  -1  A -1  =  109°  35';  and  correspondingly,  the  prismatic  angle  of 

zoisite  is  116°  40',  and  the  brachydome  \-i  has  the  summit  angle  109^  20'.  The  position  given 
the  crystals  of  epidote  by  Haiiy  has  therefore  a  crystallogenic  interest,  and  the  name  he  applied  to 
the  species  peculiar  significance. 

280A.  JADEITE.    Nephrite  or  Jade  pt.    Jadeite  Damour,  C.  R.,  Ivi.  861. 

Massive,  with  traces  of  a  foliated  columnar  structure  on  a  surface  of 
fracture 

H.  =  6'5  — 7.  G.=:3-33  — 3-35,  fr.  China,  Damour;  3-32,  fr.  Yunnan, 
China,  Brush  ;  3-32,  fr.  ornaments  in  ancient  Swiss  lake-dwellings,  Fellen- 
berg.  Lustre  subvitreous,  pearly  on  surfaces  of  cleavage.  Color  apple- 
green  to  nearly  emerald-green,  bluish-green,  leek-green,  greenish-white, 
and  nearly  wliite.  Streak  uncolored.  Translucent  to  subtranslucent. 
Fracture  splintery. 

Comp.— 0.  ratio  for      ^,  Si=l  :  2  :  6,  with  the  protoxyds  mainly  soda;  {\  (^  Na+^R)H 
Si^-f-3  Si:  or,  with  half  the  excess  of  silica  basic ;=,  if  R=Ca,  Silica  58-4,  alumina  22-2, 
lime  6-0,  soda  13-4=100.    It  has  the  0.  ratio  and  constituents  of  dipyre,  while  like  zoisite  in 
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its  very  high  specific  gravity,  as  remarked  by  T.  S.  Hunt,  who  refers  the  species  to  the  epiiloie 
group  (C.  E,.,  June,  186^),  and  gives  the  species  the  same  position  in  that  group  as  dipyre  in  the 
scapohte  group. 

Analyses:  1,  Damour  (L  c);  2,  FeUenberg  (Xat.  Ges.  Bern,  1865,  112): 
Si  Fe     Mg    6a      Xa      K  H 

1.  China  59-17    22-58    1'56    1-15    2-68    li-93     tr.   =  lOO'Ot  Damour. 

2.  Swiss  Lake-hab.     53  89    22-iO    1-66    1-28    3-12    12-86    0-49    0-20,  2n  0-73  =  iUi-U3  Fell. 

In  an  imperfect  analysis  of  a  specimen  from  the  province  of  Yunnan,  China,  obtained  by  R. 
Pumpelly,  AVm.  Cook  found  (priv.  contrib.)  tii  59-35,  Al  24-o7,  Mg  tr.,  Ca  0*77,  Na  13-01,  K 
0-lJ<,  H  U-;^0=r97-6i».  The  analysis  shows  that  Mr.  Pumpelly  rightly  indentifies  this  stone,  the 
Feitsui  of  the  Chinese,  with  jadeite  (Geol.  China,  etc.,  117,  118,  1866,  Smithson.  Contrib.,  No,  202). 

Pyr.,  etc. — B.B.  fuses  readily  to  a  transparent  blebby  glass.  Xot  attacked  by  acids  after 
fusion,  and  thus  ditfering  from  saussurite. 

Obs. — Jadeite  is  one  of  the  kinds  of  pale  green  stones  used  in  China  for  making  ornaments, 
and  passing  under  the  general  name  of  jade  or  nephrite.  Mr.  Pumpelly  remarks  that  the  Jtdsia  is 
perhaps  the  most  prized  of  all  stones  among  the  Chinese.  He  also  observes  that  the  cho.lchUiiaU 
of  the  ancient  Alexicans,  of  which  he  had  seen  many  specimens,  is  probably  the  same  mineral. 
But  W.  P.  Blake  identifies  this  name  with  the  turquois  from  the  vicinity  of  Santa  Fe  (Am.  J.  Sci., 
H.  XXV.  227). 

281.  PARTS CHINITE.    Partschin  Haid.,  Ber.,  in.  440,  1847,  Ber.  Ak.  Wien,  xii.  480. 

Moiioclinic.  7a  7=91°  52',  C^^h^  16',  6>Af^  =  127°  41:',  0  M-i=-- 
118°,  O  A  7=116°  5',  14  A  14,  ov.  6>,=116°,  0  A  i=126°  51'. 

H.  =  6"5  —  T.  G.  =  l:'006,  V.  Hauer.  Lustre  a  little  greasy,  feeble.  Color 
yellowish,  reddish.    Subtraiisluceiit.    Fracture  siibcouclioidal. 

Comp. — 0.  ratio  for  R,  ii,  Si,  1:1:2.  as  in  garnet  and  near  spessartine.  Yon  Hauer 
obtained  (1.  c,      Si  35'63,  Al  18-9'.),  Fe  14-17,  Mn  2'9-23,  Oa  2-77,  H  0-38. 

Obs. — In  very  small  dull  crystals  and  rounded  fragments,  in  the  auriferous  sands  of  Ohlapian, 
Transylvania. 

282.  GADOLINITE.  Schwarzer  Zeolith  (fr.  Ttterby)  Geyer,  CreU's  Ann.,  1788.  Ttterbit  (Sili- 
cate  of  Alumina,  Ox.  Iron,  and  a  new  earth)  Gadolin,  Ak,  H.  Stockh.,  1794;  Ekeberg,  ib.,  1797 
(naming  the  earth  yttria).    Gadohnit  Klapr.  (Ak.  Berhn,  1800),  Beitr.,  iii.  52,  1802. 

Ortborhombic.  7a  7=116°,  0  A  1-1=114:°  2J:';  a  :  h  :  c=2-2051:  :  1  : 
1"6003,  Xordenskiold,  or  near  zoisite,  if  6^  be  made  ^a.    Observed  planes : 


273.  2t4. 


Ttterby.  Ytterby. 


0 ;  vertical,  7,  i-l,  z-5  ;  bracliydomes,  -J-z,  1-z,  2-i ;  macrodomes, 
H;  octabedral,  1,  -J,  1-2,  2-2,  f-|,  2-|.    Cleavage  none. 
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6>  A  1-2=125°  58' 
OA  2-1=109  57 
0Ai-i=U6  26 
OA  1=90 


6)  A  1=111°  2' 
2-1 A  2-1,  top,  =  39  54 
^-lA^-t,  top5  =  110  52 
l-l  A  l-I,  top,  =  71  56 


7Aa=122° 
/A^-2=160  40' 
7a  1  =  158  58 
i-2  A  1 


ov.  i-z,=122  40 


H.  =  6-5-7.  G.=4-4-5;  of  Ytterby  4-097-4-226,  but  after  heating 
4-286— 4*456,  H.  Eose  ;  4*35,  from  Hitteroe,  Scheerer.  Lustre  vitreous. 
Color  black,  greenish-black  ;  in  thin  splintei's  nearly  transparent,  and 
e:rass-green  to  olive-green.  Streak  greenish-gray.  Double  refraction  in 
Hitteroe  crystals,  sometimes  distinct,  with  optical  axes  very  divergent,  in 
others  often  wanting.  In  the  mass  subtranslucent — opaque.  Fracture 
conchoidal. 

Comp.,  Var. — Gadolinite  varies  widely  in  its  crystals,  and  physical  and  chemical  characters, 
even  in  specimens  from  the  same  locality,  and  much  more  so  in  those  of  different.  The  crystals 
are  usuaUy  rough  and  irregular,  and  sometimes  oblique  in  different  directions.  Haiiy  (Min.,  1822), 
Phillips  (Min.,  1823),  Levy  (Mm.  Ileuland,  ii.  4G),  Kupffer,  Scheerer  (Gsia  Norvegica,  31:-:),  and 
Waage  (Forh.  Selsk.  Christiania,  1864-,  and  Jahrb.  Min,  1867,  696)  have  made  it  monodinic ;  and 
Brooke  and  Miller  (Min.,  322.  using  the  same  crvst.  examined  by  Phillips),  Scheerer  (Jahrb.  Mm., 
1861,  134),  A.  E.  Nordenskiold  {(EN.  Ak.  Stockh.,  1859,  287),  and  Maskelyne  and  v.  Lang  (PhU. 
Mag.,  IV.  xxviii.  145)  have  made  it  orthorhombic : 


Phillips, 
fr.  Kararfvet. 

Levy. 

Scheerer, 
fr.  Hitteroe. 

"Waage, 
fr.  Hitteroe. 

0  A  i-i 

OA  i-i 

OAl-i 
JAI 

98° 
150 

115 

96°  30' 
149  49 

115 

125°  45' 
116 

90°  36' 
146  38 
127  12 
116 

B.  &  M., 
fr.  Kararfvet. 

Nordenskiold, 
fr.  Kararfv.  & 
Broddbo. 

Scheerer, 
fr.  Ytterby. 

Lang, 
fr.  ytterby. 

0  A  i-l 

OAl-i 
OA^-t 
lAl 

90° 
119  30' 

90° 
144  2' 
124  34 
116 

90° 
144  30' 
125  58 
116  30 

90°  ± 
145  32' 

Maskelyne  and  v.  Lang  state  that  the  crystals  from  Ytterby  are  sometimes  oblique  in  the  direction 
of  one  diagonal,  and  sometimes  in  that  of  the  other ;  they  adopt  Nordenskiold's  calculated  results. 
Waage,  who  makes  the  form  monoclinic,  enumerates  the  planes  0,  I,  i-t\  i-2,  1,  -1,  ^,  -j,  1-2,  ^-i, 
1-2.  His  measurements  were  made  with  the  reflective  goniometer,  and  agree  well  with  his  cal- 
culated results;  which,  in  addition  to  the  above,  are,  OA  7=89^  81',  OA  1  =  111°  29,  Oa-1  = 
]l-r  21',  OAi-^■=:136'  7',  1  A-l=136°  10',  /A  1  =  158'  8',  /A -1  =  158'  2'.  Waage  points  out  a 
relation  in  angles  to  epidote,  observing  that  the  prismatic  angle,  116°,  which  is  nearly  that  of 
zoisite,  corresponds  to  i-i  A  f -i  in  epidote  (=115°  32'). 

The  Ytterby  crystals  examined  by  v.  Lang  were  partly  altered.  Descloizeaux  found  crystals 
from  this  locality  part  a  mixture  of  double  and  singly  refracting  material,  and  part  without  any 
action  on  polarized  Hght.  Amid  the  diversity  of  results  it  is  impossible  to  decide  which  is  the 
correct  form. 

The  variations  in  composition  are  also  considerable.  The  Ytterby,  Finbo,  and  Broddbo  gadolinite 
afford  approximately  the  formula  Si;  that  of  Hitteroe,  Si^,  the  0.  ratio  between  the  bases 
and  siUca  being  approximately  4  :  3,  as  in  euclase.  That  analyzed  by  Bahr  and  Buusen  has  the 
0.  ratio  3  :  2. 

Analyses:  1,  2,  Berzelius  (Afhandl,  iv.  148,  389);  3-6.  Beriin  (Dissert,  (radol.  Upsal.,  1844, 
and  CEfv.  Ak.  Stockh.,  1845,  8G);  7,  Berzelius  (1.  c);  8,  Richardson  (Thorn.  Min.,  i.  410)-  9,  10, 
Scheerer  (De  Foss.  Allanit,  etc.,  Berolini,  lS4i>,  and  Pogg.,  ivi.  479j ;  11,  K6nig(Ana.  Ch.  Pharm.. 
cxxxvii.  33) : 


1.  Finbo 

2.  Broddbo 


Si 
25-80 
24-16 


Y 
45-00 
45-93 


Ce 
16-69 
16-90 


10-  26 

11-  34 


ign.  0-60=98-35  Berzelius. 
ign.  0-60  =  98-93  Berzelius. 
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Si 

:6e 

Y 

Oe 

Fe 

Ca 

3. 

Ytterby 

25-62 

— 

50-00 

7-90 

14-44 

1-30,  Mg  0-54,  ^1  0-48,  K  0-19,  Na  0-18  = 

100  65  Berlin, 

4, 

i( 

25-26 

45-53 

6-08 

20-28 

0-50,  Mg  0-11,  ^1  0-28,  K  0-21,  Xa  0'2()  = 

98-45  Berlin. 

5. 

<( 

24-65 

49-60 

7-64-^ 

lo-03 

0-46,  Mg,  Mn  ^r.  =  99-51  Berlin. 

6. 

24-85 

4-80 

51-46 

5-24'* 

13-01 

O'oO,  iNIn,  Mg  1-11  =  100-97  Berlin. 

"7. 

Kararfvet 

29-18 

2-00 

47-30 

3-40 

Fe8-00 

315,  Mn  1-30,  II  5-20  =  99-53  Berzelius. 

8. 

24-65 

ll-Oo 

45-2U 

4-60  Fe  14-55 

 ,  H  0-50  =  100-55  Ricliardson. 

9. 

Hitteroe 

25-78 

9-57 

45-67 

1-81 

11-68 

0-34,  ta  4-75  =  100-71  Sclieerer. 

10. 

25-59 

10-18 

44-96 

12-13 

0-23,  £a  6-33  =  99-42  Scheerer. 

11. 

? 

22-61 

6-96 

34  64 

17-38^ 

9-76 

0-83,  Fe  4-73,  Mg  0*15,  Na  0*38,  H  1-93  = 

99-37  Konig. 

*  With  oxyd  of  Lanthanum.        ^  E  2-93,  Ce  2-S6,  D  S-3S,  La  3-21. 
Of  Berlin's  analyses,  the  first  two  were  of  the  glassy  gadolinite. 

The  oxygen  ratio  between  the  bases  and  sihca  in  anal.  1  is  1  :  1-02;  in  2,  1  :  1  ;  in  3,  1  :  0-94; 
in  4,  1  :  0-94;  in  5,  1  :  0-85;  in  6,  1  :  0-92  ;  in  9,  10,  1  :  0-72.  Connell  obtained,  for  a  specimen 
labelled  Falilun,  Si  27  00,  5e  O'Oo,  Fe  14-50,  Y  36  50,  €0  14-33,  Ca  0-50  =  9S-83  (Edinb.  Phil. 
J.,  1836,  June);  which,  taking  the  iron  as  protoxyd,  gives  the  oxygen  ratio  for  Ji  +  Bo,  Si, 
1  :  0-92. 

Pyr.,  etc. — The  glassy  variety  is  unchanged  in  the  closed  tube,  but  if  heated  B.B.  the  assay 
gives  for  a  moment  a  bright  light,  as  if  it  had  talten  fire,  swells  up,  cracks  open,  and  becomes 
grayish-green  in  color  without  fusing.  The  sphntery  variety  swells  into  cauhilower-like  ramifi- 
cations and  becomes  white,  rarely  glowing.  With  borax  gives  an  iron  reaction.  Only  slightly 
acted  upon  by  salt  of  phosphorus.    Decomposed  by  muriatic  acid  with  gelatinization. 

Obs. — Gadohnite  occurs  principally  in  the  quarries  of  Kararfvet,  Broddbo,  and  Finbo,  near 
Fahlun  in  Sweden  ;  also  at  Ytterby,  near  Stockholm ;  at  eacb  place  indistinctly  crystallized,  and 
in  rounded  masses,  which  are  often  encircled  with  a  yehow  crust,  and  unbedded  in  coarse-grained 
granite.  At  Kararfvet  crystals  have  been  obtained  4  in.  long.  It  has  also  been  met  with  at 
Disko  in  Greenland ;  in  trap  near  Galway,  Ireland ;  imbedded  in  granite  in  Ceylon ;  at  Brevig 
and  Hitteroe  in  the  southern  part  of  Norway,  crystals  sometimes  4  in.  across  and  twins  at  this 
last  locality. 

Named  after  the  Russian  chemist.  Prof.  Gadolin. 

283.  MOSANDRITE.    Erdmann,  Jahresb.,  xxi.  178,  1841. 

Orthorliombic?    I^  /about  117°  16',  /Aa=121°  10' to  120°  40', 
=  139°  40'  to  141°,  /A  ^-2  =  160°  to  161°,^-^  A  ^-3  =  151°  20,  Descl.  Cleav- 
age :  i-l  perfect.  Crystals  long  prisms,  usually  flattened  parallel  to  i-i,  and 
longitudinally  striated.    Also  massive  and  fibrous. 

H.=4,  G.=:2'93  — 3-03.  Lustre  of  cleavage-face  between  vitreous 
and  greasy,  of  other  surfaces  resinous.  Color  reddish-brown,  but  altering 
to  dull  greenish  or  yellowish-brown.  Streak-powder  pale  yellow  or  gray- 
ish-brown. Thin  splinters  translucent,  bright  red  by  transmitted  light. 
Double  refraction  feeble  ;  optic-axial  plane  vertical,  and  normal  to  i-i ; 
acute  bisectrix  negative,  and  apparently  at  right  angles  to  i-i^  Descl. 

Comp. — Analysis  by  Berlin  (Pogg.,  156,  1853): 

Si  Ti     Ce.La,  i)      Pe        Mg        Ca  Xa  K 

29-93       9-90       26-56       1-83       0-75       19'07        2-87       0-52  8-90=100-33 

There  is  some  Mn  with  the  Fe.  Reckoning  the  Ti  with  the  bases,  as  forming  part  of  a  scsqui- 
oxyd,  as  in  sphene  and  keilliauite.  the  oxygen  ratio  of  the  protoxyds,  sesquioxj^ds,  and  sihca.  ia 
nearly  1    2  :  3,  or  of  bases  and  silica  1:  1  (precisely  16-57:  lo'Si)),  afibrding  the  formula 

R'''4-  |R)- Si^+ljH.  This,  excluding  the  water,  is  the  formula  of  epidote,  to  which  the  species 
may  be  related. 

Pyr.,  etc. — In  the  closed  tube  gives  water.  B.B.  fuses  with  intumescence  at  3  to  a  brown 
glass.    With  salt  of  phospaoras  in  R.F.  gives  a  violet  bead  (titanic  acidj  and  with  borax  in  O.F. 
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gives  an  amethystine  bead  (manganese).  Decomposed  by  muriatic  acid,  with  separation  of  silics 
and  formation  of  a  dark  red  solution,  which,  on  heatiug,  gives  off  chlorine  and  becomes  j-ellow. 

Obs. — Occurs  at  Brevig,  in  syenite,  with  leucophauite,  eucolite,  el{eoHte,  agirite,  black  mica 
on  the  island  of  Lammanskaret  near  Brevig,  Norway.    Readily  undergoes  alteration. 

Des3loizeaux  observes  that  mosaudrite  may  be  regarded  approximately  as  isomorphous  with 
zoisite,  in  which  i-lAi-3=l5l°  48',  /A/=116°  16'  (Min.,  i.  533). 


284.  ILVAITE.    Yenite  (fr.  Elba)  Le/icvre,  J.  d.  M.,  xxi.  65,  1807.  Ilvait  Steffeyis,  Orykt.,  i.  356, 
1811.    Lievrit  Wern ,  Hoffm.  Mm.,  ii.  a,  376,  1812.    Wehrlit  v.  Zo&.,  Grundz.,  313,  1838. 

Orthorliombic.  7  A  7=112°  38^  0  A  l-^=14:6°  24'  :  h  :  6'=0-66608  : 
1 :  1*5004.  Observed  planes  :  0  ;  vertical,  /,  i-i,  i-i,  i- 


domes, 
i-i :  1. 


l-^,  3-z,  -J-^,  2-i ;  pyramids,  1  ;  in  zone  i-l :  1, 


2-5,  3-S. 


2-2,  3-3, 


^-5,       i-l,  i-^  ?  ; 
4-4  ;  in  zone 
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0  A  3-^=116°  39' 
0  A  2-z=138  29 
6>  A  1  =  141  24 
6>  A-H=16  7  31 

0  A  2-z  =  138  29 

1  A  1,  mac,  =  139  32 


1  A  1,  brach.,  =  117"  27' 
i-^  A  ^'-2  =  143  8 
l-^  A  l-^=112  49 
i-^  A  ^-2,  bracli.,  =  106  15 

7a  f 2=160  34 

/A  ^'-2  =  164  45 


Lateral  faces  nsually  striated  longitudinally.  Cleavage  : 
parallel  to  the  longer  diagonal,  indistinct.  Also  columnar  or 
compact  massive. 

H.=5-5-6.  G.  =  3-7-4-2;  3*994,  fr.  Elba,  Haidine^er ; 
3-9796,  ib.,  Stromeyer;  3-825-4-061,  ib.,  Lelievre ;  3-711, 
fr.  ^^assau,  Tobler.  Lustre  submetallic.  Color  iron-black,  or  dark  grayish- 
black.  Streak  black,  inclining  to  green  or  brown.  Opaque.  Fracture 
uneven.  Brittle. 


Comp.— 0.  ratio,  from  Tobler's  anal.  (No.  7),  for  R,  Si=3  :  2  :  5,  whence  (|R3+|fi)'2Si' 
^Silica  32*8,  scsquioxyd  of  iron  23'4,  prot.  id.  31-5,  lime  12'3  =  100;  and,  as  the  specimens  were 
partly  in  crystals  (having  the  planes  l-I,  I,  1),  this  may  be  the  normal  composition  of  the  spe- 
cies.   This  variety  is  of  low  specific  gravity,  and  contains  much  manganese. 

The  other  analyses  show  a  deficiency  of  silica  for  a  unisilicate.  In  Rammelsberg's  (No.  3)  the 
0.  ratio  for  R,  R,  Si,  H=ir08  :  6-76  :  15-90  :  1-42;  or  for:&  +  R,  Si,  H=9  :  8  :  0  75.  In  anal.  2, 
the  last  ratio  is  7  :  6  :  0  4,  and  in  No.  5,  6  :  5  :  0. 

Stadeler  found  water  a  constant  ingredient,  and,  as  it  was  not  expelled  below  ignition,  regards 
it  as  basic.  His  closely-agreeing  analyses  give  for  fi+B,  Si,  H  the  0.  ratio  9:8:1,  and  for  Ca, 
Fe,  Pe,  2:4:1,  If  II  be  basic,  the  0.  ratio  of  bases  and  silica  is  5  :  4,  which  is  expressed  in  the 
formula  (H^  R\  '^\\ 

But  in  view  of  tlie  variation  in  ratio  in  the  analyses  of  the  Elba  mineral,  and  its  opacity,  we 
may  reasonably  infer  that  impurities  are  present  (as  staurolite  exemplifies,  p.  388),  and  that  these 
impurities  are  mainly  hydrated  oxyd  of  iron,  of  the  species  gothite,  whicli  mineral  loSes  its  water 
at  a  high  temperature.  Allowing  for  this  admixture,  all  ilvaite  may  come  under  the  general  for- 
mula (Ji^,  R)-Si^+r/2  3FeH ;  with  the  0.  ratio  for  bases  and  silica  7  :  6,  m  would  equal 

Analyses  :  1,  Slromeyer  (Unters.,  372);  2,  same  with  v.  Kobell's  estimation  of  the  iron  (Schw. 
J.,  Ixii.'l66),  3,  Rammelsberg  (Pogg.,  1.  157,  34ii,  Min.  Ch.,  740);  4,  5,  Wackernagel  and  Franka 
(Min.  Ch.,  ib.);  6,  Stadeler  (J.  pr.  Ch.,  xcix.  7u) ;  7,  Tobler  (Ann.  Ch.  Pharm.,  xcix.  122); 


1.  Elba 

2.  " 

3.  " 

4.  " 

5.  " 

6.  " 


Si 
29-28 
29-28 
29-83 
29-45 
29-61 
f  29-34 


^1 
0-61 
0-61 


1.  Nassau  33-30   


3Pe 

23-00 
22-55 
25-79 

21-  09 
20-84 

22-  57 


Fe 
52-54 

31-  90 

32-  40 
2S-60 
32-71 
34- 1  3 
24-02 


Mn 
1-59 
1-59 


Mn 


1  50 

0-  94 
1*55 

1-  01 
6-78 


Ca  H 

13-  78  1-27  =  99-07  Stromeyer. 
13  78  l-27  =  101-43,  Str.,  Kob. 
12-44  1-60=100-32  Ramm. 
15-49   =100-27  Wackernage\ 

14-  47   =99-43  Franke. 

12-78  2-43  =  10o  53  JStadeler. 

11-68  l-i2=99-47  Tobler. 
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"\7erncr  placed  lievriie  in  his  system  next  to  epidoto. 

Pyr.,  etc. — B.B.  fuses  quietly  at  2-5  to  a  black  magnetic  bead.  With  the  fluxes  reacts  for  iron 
Some  varieties  give  also  a  reaction  for  manganese.    Gelatinizes  with  muriatic  acid. 

Obs. — First  found  on  the  Rio  la  Marina,  and  at  Cape  Calamita,  on  Elba,  by  M.  Lelievre,  in  18f.>2, 
where  it  occurs  in  large  solitary  crystals,  and  aggregated  crystallizations  in  dolomite  with  pyrox- 
ene, etc.  Also  found  at  Fossum  in  Norway;  in  Siberia;  near  Andreasberg  in  the  Harz;  at  the 
mine  of  Temperino  in  Tuscany,  granular,  in  Umestone  with  actinolite  ;  near  Predazzo,  Tyrol,  in 
granite ;  at  Schueeberg  in  Saxony ;  at  Skeeu  in  Xorway :  at  Hebrun  in  Nassau  ;  at  Kangerdluarsuk 
in  Grsenlaud. 

Reported  as  formerly  found  at  Cumberland,  R.  I.,  in  .slender  black  or  brownish-black  crystals, 
traversing  quartz  along  with  magnetite  and  hornblende ;  also  at  Miik  Row  quarry,  Somerviile, 
Mass. 

On  cryst.,  Descloizeaux,  Ann.  d.  M.,  Y.  viii.  402,  and  his  Mineralogie,  1862,  from  whom  the  above 
angles  are  taken;  his  calculations  were  made  from  1  A  1  and  1-4 A  1-L  The  observed  angle  L  I 
was  about  lll^    Also  Hessenbcrg,  Min.  Not.,  Xo.  III.  1. 

Named  Ilcaiie  from  the  Latin  name  of  the  island  (Elba)  on  which  it  was  found ;  Lievriie  after  it3 
discoverer;  Ymite  (should  have  been  Jeuite)  in  commemoration  of  the  battle  of  Jena,  in  lb06. 
The  Germans,  and  later  the  French,  have  rightly  rejected  the  name  ytnite,  on  the  ground  that 
commemorations  of  pohtical  hostility  or  triumph  are  opposed  to  the  spirit  of  science.  Descloi- 
zeaux adopts  Ilvaite. 

A  boulder  from  near  Bytown,  Canada,  analyzed  by  T,  S.  Hunt,  gave  (Logan's  Rep..  1853,  1868) 
Si  2T-S0  — 2S-J0,  Fe  lU-80,  Fe  56-,Vi,  Mg  2-59,''Ca  0-64,  ign.  l-2!i  =  99-55:  and  is  referred  by  him 
to  lievrite.  It  is  black,  submetallic,  and  magnetic,  with  two  obhque  cleavages;  H.  =  5'5;  G.= 
4-15~4-16;  and  in  powder  it  gelatinizes  with  acids.  The  composition  is  essentially  that  of  fay- 
alite;  and  the  substance,  although  stated  to  contain  some  black  mica  and  red  granular  garnet,  has 
been  supposed  to  be  a  furnace  slag. 

Welirlite  is  probably  Mevrite,  as  sua-gested  by  Zipser.  It  is  massive  granular.  H.  =  6  — 6*5. 
G.  =  3-90.  Analysis  by  Wehrle,  Si  34-60,  Fe  42'38;  Mn  0-28,  ^1  ()-12,  Fe  15-78,  Oa  5-S4,  H  l-QO 
=  100.  B.B.  fuses  with  difficulty  on  the  edges,  imperfectly  soluble  in  muriatic  acid.  From 
Szurrasko,  Hungary. 

If  2-|  be  taken  as  /  in  lievrite,  the  form  becomes  very  nearly  tetragonal,  affording  I/\  /within 
half  a  minute  of  90  \  OA  1-1=146°  24',  l-iAl-I=112'  49'. 

285.  AXINITE.  Espece  de  Schorl  (fr.  Oisans)  Schreiber,  1781,  de  Lisle's  Crist,  ii.  35:^,  1783. 
Schorl  violet,  Schorl  transparent  lenticulaire  (fr.  Oisans),  de  Lisle,  ib.,  and  J.  de.  Phys.,  xxvi.  66, 
17S5.  Thumerstem  (fr,  Thum)  Wern.,  Bergm.  J.,  54,  261,  1788.  Glasschorl  Bluraenh.,  Nat., 
1791.  Schorl  violet,  Yanolite,  Delauieih.,  Sciagr.,  i.  287,  1792.  Axinite  K,  J.  d.  M.,  v.  264, 
1799,  Tr.,  iii.  1801.  Thumite. 

Ti'iclinic.    Crystals  usually  broad,  and  acute-edged. 


276 


277 


278 


Dauphiny. 


Daupliiny. 


CornwalL 


Msikmg  m=0,F=-/I,ii=I\a  (brachyd.)  :  h  (macrod.)  :  ^-049260  :  1  : 
0--i5112.    Observed  j 'lanes,  v.  Eatli : 
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In  zone       m,  P  ;  s='2,  e—-\ 

"       P^u^  P  \  l=i-\  ^=zi-i\     u=I\  v=i-i,  w—i-% 

"       P,  s,P;  i=-3-s,  s=2-%  x^l\  y=2-r,  q=-6-5 

P,  n;  d^^-'l,  n^Z-'l. 
"       m  (6^),  y,  -y;  (j—\-%\f—\-i\  y='^-i\v=i-%  J=2-'^ 

m  {O),  c»,  ^^J,  m ;  (?=-|-3,  c=-3-3,  l'=6-'S,  nr=3-'S, 

"         (1'),     w^y  \  d—4:-'2^  w—i-'^,  y—%%' 

Interfacial  ano-les  : 


Witli  also 


Pa^  =  116  24 
P  Am  (6>)=90  4 

P  A/=:151  5 

P  A^,  adj.,=::134  40i 


P  A  t/  =  135°  31' 
Pa  5=146  42 
P  Ay,  ov.  5,  =  100  48 
P  A2^;,  adj. ,  =  119  31 
u  A  5=152  3 


1^  A'y=147°  31' 
u  A  Z=164  26 
A  5=143  35 
7'Aa?=139  13 
7'A'?^=115  38 


Cleavage  :  i-i  (v)  quite  distinct ;  in  other  directions  indistinct.  Also 
massive,  lamellar,  lamellse  often  curved  ;  sometimes  granular. 

H.  =  6"5— 7.  G.  =  3*271,  Haidinger;  a  Cornisli  specimen.  Lustre  liiglily 
glass}^  Color  clove-brown,  plum-blue,  and  pearl-gray  ;  exhibits  trichroism, 
different  colors,  as  cinnamon-brown,  violet-blue,  olive-green,  being  seen  in 
different  directions.  Streak  uncolored.  Transparent  to  subtranslucent. 
Fracture  conchoidal.  Brittle.  Pyroelectric,  with  two  axes,  the  analogue  (L) 
and  antilogue  (T)  poles  being  situated  as  indicated  in  figure  276  (G.  Eose). 
Double  refraction  strong. 

Comp.— 0.  ratio  for  R,     B,  Si,  1  :  1-8  :  0-5  :  S-6  ;  whence  for  R+fi+B,  Si.  3-S  :  3-6.  or  I  :  1 ; 

whence  (R'/  Si''  +  2  Si3+i  W  Si'=(R^  S,  B)''  Si^  According  to  Rose.  R\Si,  Bf+  2  B(Si,  B). 
Analyses  :  1,  Hisiug-er  (Min.  Schwed.,  ITO);  2,  Wiegmana  (Schw.  J.,  xxxii.  462);  3-6,  Rammels- 
berg\Pogg.,  1,  363): 


Si 

B 

XI 

Pe 

Mn 

Oa 

Mg 

K 

1. 

"Wermland 

41-50 

13-56 

7-36 

1000 

25-84 

 ,  ign.  0-80=98-56  Hisinger. 

2. 

Treseburg 
Dauphiny 

45-00 

2-00 

19  00 

12-25 

9-00 

12-50 

0-25 

 =100  "Wiegmann. 

3 

43-68 

5-61 

15-f,3 

9-45 

3-i'5 

20-67 

1-70 

0-64=100-43  Ramm. 

4. 

43-46 

und. 

1 6-30 

10-25 

2-74 

19-90 

1-55 

und.  Ramm. 

f>. 

Treseburg 

43-74 

15-66 

11-94 

1-37 

18-90 

1-77 

 ,  iJ,  K  and  loss  6-62  Ramm. 

 ,  B,  K  and  loss  5-81  Ramm. 

6 

Ural 

43-72 

16-92 

10-21 

1-16 

19-97 

2-21 

Rammelsberg  states  that,  in  the  last  two  analyses,  4-5  of  the  last  entry  in  each  is  not  too  large 
an  estimate  for  the  boric  acid. 

Pyr.,  etc. — B.B.  fuses  readily  with  intumescence,  imparts  a  pale  green  color  to  the  O.F.,  and 
fuses  at  2  to  a  dark  green  to  black  glass ;  with  borax  in  O.F.  givCv«  an  ametliystine  bead  (man- 
ganese), which  in  R.P.  becomes  yellow  (iron).  Fused  with  a  mixture  of  bisulphate  of  potash  and 
fluor  on  the  platinum  loop  colors  the  flame  green  (boric  acid).  Not  decomposed  by  acids,  but 
when  previously  ignited,  gelatinizes  with  muriatic  acid. 

Obs. — Axinite  occurs  in  implanted  glassy  clove-brown  crystals,  at  St.  Cristophe,  near  Bourg 
d'Oisans  in  Dauphiny,  with  albite,  prehnite,  and  quartz;  at  Santa  Maria,  Switzerland;  at  the  sil- 
ver mines  of  Kongsberg,  iu  smaller  crystals  ;  with  hornblende  or  magnetic  iron  in  ISTormark  in 
Sweden  ;  in  Cornwall,  of  a  dark  color,  at  the  Botallack  mine,  where  it  also  occurs  massive,  form- 
ing a  peculiar  kind  of  rock  with  garnet  and  tourmaline ;  at  Trewellard,  at  Carn  Silver  near  La- 
iuorrau  creek,  and  £  t  Boscawen  Cliffs  in  St.  Buricu ;  in  Devonshire,  at  Brent  Tor,  4  m.  north  of 
Tavistock ;  at  Thum  near  Ehrenfriedersdorf  iu  Saxony.  It  occurs  with  gray  cobalt  near  Coquim- 
bo.  Chih,  at  the  mnie  La  Buitre  ;  at  Phipsburg,  Maine,  with  yellow  garnet  and idocrase  ;  at  Wales, 
Maine  ;  at  Cold  Spring,  N.  Y. 

For  recent  articles  on  cryst.,  Descl.  Min.,  1.  515;  Hessenberg,  Min.  Not.,  No.  Y.  p.  27,  f.  23; 
V.  Rath.  Pogg.,  cxxviii.  20,  227.  Figs.  2,  3,  and  the  above  list  of  planes  and  angles,  are  from  v. 
Rath.  Fig.  1  is  from  Rose  and  Riess  on  the  Pj  roelectricily  of  Axinite,  Schrift.  Ak.  Benin,  lix.  b7o 

Axinite  admits  of  a  high  polish,  but  Is  deficient  in  delicacy  of  color. 
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Well  named  from  a^i^n^  an  axe,  iii  allusion  to  the  form  of  the  crystals.    The  name  yanoliie  is  of 
earlier  date ;  but  it  moans  violet-stone,  aud  violet  is  not  a  characteristic  color  of  the  mineral. 
Alt. — Crystals  altered  to  chlorite  occur  on  Dartmoor  in  Devonshire,  England. 


236.  DANBURITE.    Danburite  Shtpard,  Am.  J.  Sci.,  xxxv.  137,  1839. 
Triclinic.    Approximate  angles,  P  A  M=110°  and  70°,  M  A  T  =  54 


120",  P  aT  =  93°  nearly,  P  Ae-.l 


6D 


Cleavage :  distinct,  parallel 


\  and 
to  M 


:79 


M 


and  P,  less  so  parallel  to  T.  Crystals  imbedded,  and 
often  an  inch  broad.  Also  disseminated  massive,  with- 
out reo'ular  form. 

H.  =  T.  G.  =  2-95,  Silliman,  Jr.  ;  2'95T,  2-95S, 
Brush.  Color  pale  yellow,  whitish.  Lustre  vitreous, 
but  usually  rather  weak.  Translucent  to  subtranslucent. 
Very  brittle. 

Oomp.-O  ratio  for  E,  B,  gi  =  l  :  8  :  4  ;  Ca^  Si+B^  CaHf 
Si^=Silica  48-9,  boric  acid  28'4,  lime  22-T  =  liiO.     Analyses:  1,  2,  Smith 
and  Brush  (Am.  J.  Sci.,  II.  xvi.  365) : 

Si  B  ^l3Fe  3Sn  Ca  Mg 

1.  48  10  27-73  0-30  0-56  22-41  0-40 

2.  48  20  27-15  1-02  22-33  undet. 

Erni  was  the  first  to  detect  the  boric  acid,  but  as  he  admits  (Erni's  Mineralogy  simplified,  p. 
147),  his  analysis  was  incorrect — the  mineral  not  containing  the  li»  p.  c.  of  alkahcs  announced  by 
him,  as  directly  proved  by  Smith  and  Brush.  Sliepard  stated  (1.  c.)  that  tlie  mineral  had  8  p.  e. 
of  water  without  boric  acid;  and  yet  it  is  certain  that  the  mineral  was  the  same  that  was  investi- 
gated by  Smith  aud  Brush. 

Pyr.,  etc. — Yields  no  water  in  the  closed  tube.  B.B.  fuses  at  3-5  to  a  colorless  glass,  and 
imparts  a  green  color  to  the  O.F.;  this  is  heightened  by  moistening  the  assay  with  sulphuric  acid 
before  heating.  Xot  decomposed  by  muriatic  acid,  but  sufficiently  attacked  for  the  solution  to 
give  the  reaction  of  boric  acid  with  turmeric  paper.  When  previously  ignited  gelatinizes  with 
muriatic  acid. 

Obs. — Occurs  with  orthoc^lase  and  oligoclase  in  dolomite  at  Danbury,  Connecticut.  It  has  some 
resemblance  to  chondrodlce  in  color,  lustre,  and  brittleness,  but  is  distinctly  cloavable,  although 
the  planes  of  cleavage  are  often  irregular;  it  may  be  readily  recognized  by  its  pyroguostic  char- 
acters. 


ign. 

0-.-)0  =  100. 
(.•5Uizi99-20. 


287.  lOLITE,  Spanischer  Lazulith  v.  Schhttheim,  HoQ"  Mag.  Min.,  i.  16'^,  1801.  lohth  (fr. 
Spain)  Wf^a.;  Karst.  (with  descr.),  Tab.,  46,  92,  1808.  lolithe  H.,  Tabl,  61,  221,  1809 
Dichroit  Cordier,  J.  d.  M.,  xxv.  129,  1809,  J.  de  Phys.,  Ixviii.  298,  1809.  Steinheihte  Gadolin, 
Mem.  Ac.  St.  Pet.,  vi.  565.  Peliom  (fr.  Bodenraais)  Wern,,  Hoffm.  Min.,  iv.  b,  117,  1817. 
Cordierite  Lucas,  Tabl.,  ii.  219,  1813;  K,  Tr.,  iii.  5,  1822.  Hard  Fahlunit.  Luchssaphir, 
Wassersaphir  in  Germ.,  Saphir  d'eau  in  Fr.,  of  Ceylon  Jewelry. 
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Orthorhombic.   In  stout  prisms  often  hexagonal.   I A  10'  and  60° 

50',  6>  A  1-1=150°  49'.  Observed  planes:  0;  vertical, 
./,  i-i,  i-l,  i-2, ;  domes,  1-z,  pyramids,  |-,  1,  3-3. 
O  A  1=^132°  12',  0  A  |-=150°  r,  I'a  U  =  m)%  i-i  A  u 
=150°  25',  ^'-g  A  ^-3=120°  50'.  Cleavage:  ^'-z  distinct ; 
i-i  and  0  indistinct.  Crystals  often  transversely  divided 
or  foliated  parallel  with  0.  Twins  :  composition-face 
I.    Also  massive,  compact. 

H.  =  7-T-5.     G.=2-56-2-6T;   2-5969,  Greenland,        I  v 
Stromeyer  ;  2*65  — 2'661:3,  Haddam,  Thomson;  Ostgotli- 
land  2-61:,  Siidermanland  2*61,  Schiitz ;  2*605,  Mursinka,  Tvokscharof. 
Lustre  vitreous.    Color  various  shades  of  blue,  light  or  dark,  sinoky-blue  ; 
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pleocliroic,  being  often  deep  blue  along  the  vertical  axis,  and  brownisli 
yellow  or  yellowish-gray  perpendicular  to  it.  Streak  uncolored.  Trans- 
parent— translucent.  Fracture  subconchoidal.  Double  refraction  feeble  ; 
bisectrix  negative,  normal  to  0. 

Oomp. — 0.  ratio  for  bases  and  silica  4  :  5  or  1  :  The  state  of  oxydation  of  the  iron  is  still 
unascertained,  and  hence  there  is  uncertainty  as  to  the  proportion  between  the  protoxyds  and 
sesquiox^'ds.  The  ratio  usually  deduced  for  J\,  K,  Si  is  1  :  3  :  5.  The  formula  2  R  Si+R'^  S^, 
which  corresponds  to  this  ratio,  =,  if  Mg  :  Fe  =  2  :  1,  Sihca  49-4,  alumina  33*9,  magnesia  8'8, 
protoxyd  of  iron,  7-9  =  100. 

Analyses:  1-8,  Stromeyer  (Unters.,  329,  431);  4,  5,  Schiitz  (Pogg.,  Hv.  565);  6,  Scheerer 
(Pogg.,  LxvniL  319);  7,  Hermann  (Kokscli.  Min.  RussL,  iii.  257);  8,  Stromeyer  (Untersuch.,  3-/9, 
431);  9,  Bonsdorfl' (Schw.  J.,  xxxiv.  869);  10,  Schutz  (Pogg.,  liv.  565);  11,  Thomson  (Min.,  i. 
278);  12,  C.  T.  Jackson  (This  Min.,  1844,  406,  G.  Rep.  N.  Hamp.,  184): 


Si 

Al 

Fe 

Mn 

Mg 

Ca 

H 

1.  Bodenmais 

48-35 

31-71 

8-32 

0-33 

1016 

0-59=99-46  Stromeyer. 

2.  Greenland 

49-17 

33-11 

4-34 

0-04 

11-45 

1-20  =  99-31  Stromeyer. 

3.  Fahluu 

50-25 

32-42 

4-01 

10-85 

1-66,  Mn  0-68  =  99-87  Stromeyer. 

4.  Ostgothland 

48-6 

30-5 

10-7 

01 

8-2 

1-5,  undec,  0-2  =  100-3  Schiitz. 

5.  Siidermanland  49*7 

32-0 

6-0 

0-1 

9-5 

0-6 

2-1,  andec.  0-6=100-6  Schiitz. 

6.  Krageroe 

G)  50-44 

32-^t5 

12-76 

1-12 

l-(»-_',  Fe  1-07  =  99-36  Scheerer. 

7.  Mursinka 

50-65 

30-26 

4-10 

0-60 

11-09 

2-66,  Li  0-64=100  Hermann. 

8.  Finland 

48-54 

31-73 

5-69  MnO-70 

11-31) 

1-69  =  90-65  Stromeyer. 

9. 

49-95 

32-88 

5-00 

0-03 

20-45 

1-75=100-00  Bonsdorff. 

10.  " 

48-9 

80-9 

6-3 

0-3 

11-2 

1-9,  undec.  1-6  =  101-1  Schutz. 

11.  Haddam,  Ct. 

49-62 

28-72 

11-58 

1-51 

8-64 

0-23 

 =100-30  Thomson. 

12.  Unity,  Me. 

48-11 

32-50 

7-92 

0-28 

10-14 

0-50  =  99-49  Jackson. 

Pyr.,  etc. — B.B.  loses  transparency  and  fuses  at  5—5-5.  Only  partiaUy  decomposed  by  acids. 
Decomposed  on  fusion  with  alkaline  carbonates. 

Obs. — lolite  occurs  in  granite,  gneiss,  horublendic,  clilorite  and  talcose  schist,  and  allied  rocks, 
with  quartz,  orthoclase  or  albite,  tourmaline,  hornblende,  andalusite,  and  sometimes  beryl  Also 
rarely  in  volcanic  rocks. 

At  Bodenmais,  Bavaria,  it  is  met  with  in  granite,  in  crystals,  along  with  pyrrhotine,  blende, 
chalcopyrite  ;  the  variety  is  the  peliom  of  Werner,  named  from  -tXio^  in  allusion  to  its  smoky  blue 
color.  It  occurs  in  quartz  at  Ujordlersoak  in  Greenland ;  in  granite  at  Cape  de  Gata,  in  Spain ; 
at  Krageroe  in  Xorway ;  Orijerfvi,  in  Finland  [sieinhediie)  ]  Tunaberg,  in  Sweden;  Finspaong  in 
Ostgothland ;  Brunhult  in  Sudermanlaud ;  Fahluu  {hard  falduniie) ;  Lake  Laach,  with  sanidin ; 
at  Campigha  Maritima,  Tuscany,  in  a  trachytic  rock,  containing  also  mica,  quartz,  and  sanidin. 
Ceylon  affords  a  transparent  variety,  in  smaU  roUed  masses  of  an  intense  blue  color,  the  sapphire 
cCeau  of  jewellers. 

At  Haddam,  Conn.,  associated  with  tourmahue  in  a  granitic  vein  in  gneiss ;  sparingly  at  the 
chrysoberyl  locaUty,  in  an  altered  or  falilunite  condition ;  abundant  in  quartz  with  garnet  and 
yeUowish-green  feldspar,  near  the  Norwich  and  Worcester  Railway,  between  the  JShetucket  and 
Quiunebaug,  where  the  gneiss  has  been  quarried  for  the  road.  At  Brimfield,  Mass.,  on  the  road 
leading  to  Warren,  near  Sam  Patrick's  with  adularia,  in  gneiss ;  also  good  at  Richmond,  N.  H., 
in  talcose  rock,  along  with  anthophylhte. 

lolite  is  occasionally  employed  as  an  ornamental  stone,  and  when  cut  exhibits  different  colors 
in  different  directions. 

Named /o//ie  from  uv,  violet,  and  \  stone;  Dichroite,  from  its  dichroism;  Cordieriie,  after  Cordier, 
the  geologist,  who  first  studied  the  crystal  of  the  species  ;  Steinheilite  by  Gadolin  after  Mr.  Steinheil. 
Lucas  and  llauy,  who  adopt  cordieriie,  rejected  the  earlier  names  iolite  and  dichroiie  because  the 
former  is  not  always  apphcable,  and  the  latter  is  equally  applicable  to  various  other  stones.  Epi- 
dote,  pyroxene,  and  a  multitude  of  other  names,  if  judged  by  the  same  code,  would  be  found  to  have 
no  better  claim  to  recognition. 

Alt. — The  alteration  of  iolite  takes  place  so  readily  by  ordinary  exposure,  that  the  mineral  is  most 
commonly  found  in  an  altered  state,  or  enclosed  in  the  altered  iohte.  This  change  may  be  a  sira  • 
pie  hydration  [fahlunite,  etc.);  or  a  removal  of  part  of  the  protoxyd  bases  by  carbonic  acid;  or 
the  introduction  of  oxyd  of  iron;  or  of  alkahcs,  forming  pinite  and  mica.  The  first  step  in  the 
change  consists  in  a  division  of  the  prisms  of  iolite  into  plates  parallel  to  the  base,  and  a  pearly 
loUation  of  the  surfaces  of  these  plates ;  with  a  change  of  color  to  grayish-green  and  greenish- 
gray,  and  Fometimes  brownish  gray.  A-s  the  alteration  proceeds,  the  foliation  becomes  more  com- 
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plete :  afremard  it  may  be  lost.  The  mineral  in  this  altered  condition  has  many  names :  aa 
hydrous  iolite,  pinite,  cata-spiliie,  fahlunite,  honsdorffite,  esjnarkite,  chlorophyll  He,  gigantoliie,  praseoHie, 
aspasiolite.  Piuite,  as  far  as  it  is  altered  iolite,  includes  properly  the  alkahne  kinds.  Fahluuite  and 
the  following,  excepting  the  last,  correspond  to  iolite +  aq.  In  most  cases  if  the  water  of  the 
altered  iolite  be  included  with  the  bases,  the  oxygen  ratio  between  the  bases  and  silica  becoraea 
1  :  1  ;  it  seems,  therefore,  quit-  probable  that  the  strong  tendency  of  iohte  to  take  up  water  is 
owing  to  the  fact  that  its  si  ica  (whose  amount  of  oxygen  exceeds  that  of  the  bases  by  one-fourth) 
is  not  saturated  with  bases.  Reg.irdiug  the  water  of  the  altered  mineral  as  basic,  esmarklte,  chlo- 
rophyUite,  gigantol'te,  and  praseoliie  will  iiave  the  fornmla  (R^,  K)  Si ;  and  fahhmiie  and  bonsdorffite, 
containing  twice  as  much  water  as  the  preceding,  would  have  the  formula  (R^,  Si-fH.  If 
1  :  3  :  5  :  0  be  the  oxygen  ratio  for  I'l,  ii.  Si,  H  in  iolite,  1:3:5:1  will  be  the  ratio  for  esmar- 
kite,  etc.,  and  1  :  3  :  5  :'2,  for  faldunih,  etc.  Weiisite.,  iherde,  huronite  are  names  of  other  min- 
erals supposed  to  be  altered  iolite. 

For  the  distinguishing  characters  and  analyses  of  the  different  kinds  of  altered  iolite,  see 
PixirE,  Fahluxite,  and  Cataspilite,  under  HrcROUs  Silicates. 


MICA  GROUP. 

The  minerals  of  the  Mica  group  are  alike  in  having  (1)  the  prismatic 
angle  120°  ;  (2)  eminently  perfect  basal  cleavage,  affording  readily  very  thin, 
tough,  lamina ;  (3)  potash  almost  inv^ariably  among  the  protoxyd  bases 
and  alumina  among  the  sesquioxyd ;  (4)  the  crystallization  either  hexa- 
gonal or  orthorhombic,  and  therefore  the  optic  axis,  or  optic-axial  plane,  at 
right  angles  to  the  cleavage  surface. 

Soda  is  sparingly  present  in  some  micas,  and  is  characteristic  of  the  hydrous  species  paragonite 
(p.  ).  Lithia,  rubidia,  and  caesia  occur  in  lepidolite.  Fluorine  is  often  present,  probably  re- 
placing oxygen.  Titanium  is  found  sparingly  in  several  kinds,  and  is  a  prominent  ingredient  of 
one  species,  astrophyllite.  It  is  usually  regarded  as  in  the  state  of  titanic  acid  replacing  sihca ; 
but,  for  reasons  elsewhere  given,  it  is  here  made  basic. 

1.  0.  ratio  for  bases  and  silica  1:1. 

288.  Phlogopite.  (1)  Contains  magnesia,  with  little  or  no  iron,  and  much  alumina.  (2)  0.  ratio 
for  S.  R  between  2  :  1  and  5  :  3.  (8)  Optic-axial  angle  3^ — 20'.  (4)  Folia  tough,  and,  if  not  al- 
tered, elastic. 

2S9  BiOTiTE.  (1)  Contains  magnesia  and  iron,  with  much  alumina.  (2)  0.  ratio  for  R,  S  about 
1  :  1  (rarely  1  :  14-  or  1  :  2.)  (3)  Optically  uniaxial,  but  often  shghtly  biaxial  through  irregularity. 
(4)  Folia  tough  and  elastic. 

290.  Lepidomelaxe.  (1)  Contains  much  iron  and  little  magnesia,  with  much  of  the  alumina 
replaced  by  sesquioxyd  of  iron.  (2)  0.  ratio  for  fi,  R  about  1  :  3.  (3)  Optically  like  biotite.  (4) 
FoUa  brittle,  hardly  at  all  elastic. 

291.  Axxtte;  lepidomelane  having  the  0.  ratio  for  :  2. 

292.  Astrophyllite,  (1)  Contains  much  titanium,  zirconium,  etc ,  with  httle  alumina.  (2)  0. 
ratio  for  R,  R  between  2  :  1  and  5  :  3,  nearly  as  in  phlogopite.  (3)  Optic-axial  angle  exceeding 
90'.    (4)  Folia  brittle,  but  slightly  elastic. 

2   0.  ratio  for  bases  and  silica  1  :  1 J  to  1  :  2. 

293.  Muscovite.  (1)  Contains  potash  almost  alone  among  protoxyds,  with  no  magnesia,  or 
rarely  a  little;  and  alumina  as  the  principal  sesquioxyd.  (2)  0.  ratio  for  R  1:6  to  1:12,  and 
for  R-hR,  Si  mostly  1  :  1^.  (3)  Optic-axial  angle  40°  — 75"^.  (4)  Folia  tough,  elastic,  except  in 
some  hydrous  or  altered  kinds. 

294.  Lepidolite.  (1)  Contains  lithia,  rubidia,  and  csesia,  with  potash  as  the  principal  protoxyd, 
and  with  alumina  as  the  principal  sesquioxyd.  (2)  0.  ratio  for  R  +  R,  Si  mostly  1  :  1^.  (3)  Optic- 
axial  divergence  70° — 78^ 

295.  Cryophyllite.  (1)  Same  constituents  as  lepidolite.  (2)  0.  ratio  for  R+S,  Si=l  :  2.  (3) 
Optic-axial  angle  50  '' — 60°.    (4)  Folia  tough,  elastic. 

The  species  of  the  Mica  group  graduate  into  the  hydrous  micas  of  the  Margarodite  group  (p. 
) ;  and  through  these  they  also  approach  the  foliated  species  of  the  Talc  and  Chlorite  groups, 
especially  the  latter. 

The  micas  were  regarded  as  of  one  species  until  1792,  when  lepidohte  was  made  distinct.  Tlie 
earlier  synonymy  therefore  may  be  conveniently  given  here. 
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Pliny  probably  included  the  mineral  mica  with  the  Lapis  specularis  (xxxvi.  45)  or  Sdenite ;  and 
the  shavings  or  scales  of  Lapis  specularis  strowu  over  the  "Circus  Maximus,  "  to  produce  an 
agreeable  whiteness,  were  probably  those  of  a  soft  silvery  mica  schist.  His  Ilammochrysos  also 
(xxxvii.  73,  named  from  a^/i sand,  xP'"^"'^,  gold)  was  probably  sand  from  a  yellowish  mica  schist, 
which  abounds  by  the  road-side  in  many  mica-schist  regions.  Agricola  speaks  of  the  deceptive 
character  of  this  silvery  and  golden  dust,  as  cited  below.  This  silvery  and  golden  mica  in  scales 
is  the  Cat-silver  and  Cat-gold  of  mediaeval  Europe.  The  following  is  the  synonymy  of  the  mineral 
since  the  time  of  Pliny: 

Mica,  Ammochrysos,  colore  argento  ita  simile  sit,  ut  pueros  et  rerum  metallicarum  imperitos 
decipere  possit,  Ge?-in.  Glimmer,  Katzen-Silber,  Agric,  Foss.,  254,  447,  Interpr.,  466,  1 546.  Specu- 
laris lapis  adulterinus  ttexilis  sexangulorum  Capeller,  Prodr.  Cryst.,  26,  1723.  Mica  [Talc  not 
included],  Vitrum  Muscoviticum,  Y.  Rutheniticum,  Skimmer,  Var.  alba  (Kattsilver),  flava  (Katt- 
guU),  rubra,  viridis  [Chlorite  fr.  Sahlberg],  nigra,  squamosa,  radians,  fluctuans,  hemispherica) 
Wall.,  Min.,  129,  131,  1747.  Mica  pt.  [rest  Talc,'  Chlorite],  Yerre  de  Moscovie,  etc.,  Fr.  Trl.  Wall, 
i.  241,  1753.  Mica,  Ghmmer,  Yitrum  Muscoviticum  (in  plates).  Mica  squamosa  (in  scales)  Cronst, 
Min.,  88,  1758.  Isinglass  (in  large  plates),  G-limmer  or  Mica  (in  small  scales)  pt.  (rest  Talc, 
Chlorite)  ^i7/,  Foss.,  10,  13,  1771.  Glimmer  [Chlorite  and  Talc  excluded]  Weni.,  Bergra.  J.,  37, 
1789. 

The  word  viica  has  been  said  to  come  from  the  Latin  viica.  a  crumb  or  grain,  as  it  was  formerly 
applied  especially  to  the  mineral  in  scales.  It  is  usually  derived,  however,  from  the  Latin  micare, 
signifying  (like  the  German  name  Glimmer)  to  shine. 

288.  PHLOGOPITE.    Magnesia-Mica  pt.    Rhombic  Mica.    Rhombenglimmer  pt.  Phlogopit 
(fr.  Antwerp,  N.  Y.)  BreUh.,  Handb.,  398,  1841. 

Orthorhombic.     /A  /=120°,  and  habit  hexagonal.     Prisms  usually 

oblong  six-sided  prisms,  more  or 
less  tapering,  with  irregular  sides  ; 
rarely,  when  small,  with  polished 
lateral  ]3lanes.  Cleavage  basal, 
highly  eminent.  Not  known  in 
compact  massive  forms. 

H.  =  2-5-3.  G.  =  2-78-2-85. 
Lustre  pearly,  often  submetallic,  on 
cleavage  surface.  Color  yellowish- 
brown  to  brownish-red,  with  often 
something  of  a  copper-like  reflec- 
tion ;  also  pale  brownish-yellow, 
green,  white,  colorless.  Transpar- 
ent to  translucent  in  thin  folia. 
Thin  laminae  tough  and  elastic. 
Optical-axial  divergence  3° — 20°, 
rarely  less  than  5°  ;  in  fig.  282, 
which  represents  the  optical  character  of  the  mica  of  ISTatural  Bridge,  15°. 

Comp. — Mostly  (-f,-  R'+t^-  Si^;  the  bases  include  magnesia  and  little  or  no  iron.  Possibly 
for  all  (I  ;&^+^      Si^,  as  in  anal,  by  Rammelsberg.    Phlogopite  is  a  true  Magnesia  mica. 

Analyses  :  i,  Meitzendorflf  (Pogg.,  Iviii.  157) ;  2-4,  Crawe  (Am.  J.  Sci.,  II.  x.  396) ;  5.  Ram- 
melsberg (ZS.  G.,  xi  v.  758) ;  6,  Svanberg(Ak.  H.  Stockh.,  1839,  176);  7,  Delesse  (Bull.  G.  Fr., 
IL  ix.  121);  8,  id.  (Ann.  d.  M.,  Y.  x.  519);  9,  C.  Bromeis  (Pogg.,  Iv.  112): 

Si  Pe     Mg    Ca     Xa      K      fl  F 

1.  Jefferson  Co.,  ISr.  T.  (§)  41 -30    15-35    1-77    28-79    0-05"  9-70    0-28    3-30  Meitzend. 

2.  Edwards,  N.  T.  40-15    17-36    28-10    0-63  10-56    4-20  =  101  Crawa 


*  With  some  lithia. 
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Edwards,  K  T. 

a 

Gouverneur 
Sala 


1.  Vospres 


hn.,  gnh. 


Si 
40-36 

40-  3G 

41 -  90 

42-  46 

37-54 
41-20 


16-45 
Iti-OS 

18-  47 
12-86 

19-  80 
12-37 


Fe  Un 


2-12  0-55 
7-11  1-U6 


Mg    da   ISTa  K 

29-  55           4-94  7*23 

30-  25    4-89  6-07 

27-12  0-34    tr.  9-87 

25-39   6-03 


1-61  0-10  30-32  0-70  1-00 
9-5Pl-50'^  19-03  1-63  r28 


ft  F 

0-95   =99-48  Crawe. 

 2-65  =  99-80  Crawe. 

0-  GO  2-9:-!  =  9S-96  Ramm. 
3-17  0-62,  MO-0-3G,  CaO-lO 

=  99-1 G  Svanberg. 

1-  ol  0-22  =  99-97  Delesse. 


7-17 
7-94  2-90  1-06, 


Li  0-22  =  98-64 
Delesse. 


9.  Hcrrchenberg,  &r.  42-89    6-09  3FelO-o9           24-33  0*76  0-36  13-15  2*30   =100-47  Brom. 


Includes  5-03  ofFe'^o'. 


Reckoned  as  1-6T  Mn^  O^. 


The  Sala  mica  of  No.  6  has  not  been  examined  optically ;  yet.  as  it  agrees  nearly  in  atomic 
proportions  with  phlogopite,  it  appears  to  belong  here.  It  was  dark  green  in  color,  and  inelastic, 
and  is  called  chlorite  by  Svanberg ;  tlie  analysis  is  here  cited  from  the  original  paper  by  Svanberg. 
Crawe's  analyses  afford  the  0.  ratio  1-77  :  1  :  2-69  =  7  :  4  :  11,  and  Meitzendorft"s  nearly  the  same. 
The  silico-fluorids  in  the  former  are  about  .,-4,  and  in  tlie  latter  :fo.  G  of  No.  5,  2-81,  Rammels- 
berg.  Analysis  7,  by  Delesse,  affords  the  0.  ratio  3:2:5;  and  8,  about  4|^  :  3  :  9.  The  latter 
mica  is  a  brown  or  greenish  kind  from  the  rock  called  by  Delesse,  Minette,  occurring  at  Ser- 
vance  in  the  Vosges;  the  ratio  may  become  that  of  biotite  when  the  state  of  oxydatiou  of  tho 
iron  is  ascertained  ;  Gr.  =  2-842.    No.  9  gives  tlie  ratio        :  6  :  22|;  it  is  from  near  L.  Laach. 

Pyr.,  etc. — In  the  closed  tube  gives  a  httle  water.  Some  varieties  give  the  reaction  for  fluorine 
in  the  open  tube,  while  most  give  httle  or  no  reaction  for  iron  with  the  fluxes.  B.B,  whitens  and 
fuses  on  the  thin  edges.  Completely  decomposed  by  sulphuric  acid,  leaving  the  sihca  in  thin 
scales. 

Obs. — Phlogopite  is  especially  characteristic  of  serpentine,  and  crystalline  limestone  or 
dolomite. 

Occurs  in  limestone  in  the  Vosges  (anal.  7,  8).  Includes  probably  the  mica  found  in  limestone 
at  Alt-Kemnitz,  near  Hirschberg ;  that  of  Baritti,  Brazil,  of  a  golden-yellow  color,  having  the 
optical  angle  5"  30'  and  parallel  to  the  shorter  diagonal  (Grailich);  and  a  brown  mica  from  Hme- 
stone  of  Upper  Hungary,  affording  Grrailich  the  angle  4°  — 5*^. 

Occurs  at  the  following  localities  in  the  U.  States ;  specimens  from  which  afforded  the  optical 
angles  annexed,  all  measured  by  B.  Sillimau,  Jr.  (Am.  J.  Sci.,  II.  x.  372),  excepting  one  by  Blake 
(ib.,  xii.  6) : 


1.  Pope's  Mills,  St.  Lawrence  Co.,  N.  T.,  glassy  transparent 

2.  Edwards,  N.  Y.,  rich  reddish  brown 

3.  St.  Lawrence  Co.,?  N.  Y.,  yellowish 

4.  Vrooraan's  Lake,  N.  Y.,  in  long  crystals  of  a  yeUow  color 

5.  Edwards,  N.  Y.,  rich  yellowish-brown  color 

6.  Warwick,  Orange  Co ,  N.  Y.,  in  limestone,  yellowish 

7.  Falls  of  the  Grand  Calumet,  Canada,  yellowish-green  crystals  many 

inches  long 

8.  Pope's  Mills,  St.  Lawrence  Co.,  N.  Y.,  large  crystals,  fine  yellowish- 

hvown 

9.  Edwards,  N.  Y. ;  2d  specimen,  yellowish-brown 

10.  Church's  Mills,  Rossie,  N.  Y.,  resembles  the  Pope's  Mills 

11.  Near  Skinner's  Bridge,  Rossie,  N.  Y.,  silvery -yellow  mica 

12.  Carlisle,  ]\Iass  ,  rich  yellowish-brown 

13.  Rossie,  N.  Y.,  near  Mrs.  Story's,  light  yellowish 

14.  Pope's  Mills,  St.  Lawrence  Co.,  brownish-yellow  hexagonal  crystal 

15.  Natural  Bridge,  Jeffe-rsou  Co.,  N.  Y.,  rich  yellow;  associated  with  ser- 

pentine ;  same  as  analyzed  by  Meitzendorff 

15.  bis.,  ib.,  ib.,  another  specimen 

16.  Edwards,  N.  Y..  white  silvery,  curved  crystals 

17.  Vicinity  of  Rossie,  N.  Y.,  rich  yellow-brown;  probably  the  same  as 

Gouverneur 

18.  Essex,  N.  Y.,  in  Hmestone,  deep  rich  bro-um  color 

19.  Upper  Ottawa,  Canada,  reddish-yellow,  transparent 

20.  Moriah,  Essex  Co.,  N.  Y.,  very  dark  smolcy  red  Est'( 

2 1 .  Somerville,  N.  Y.,  faint  brownish 

22.  Burgess,  Canada  West,  bronzy,  almost  metallic,  semi-transparent  if 

thin ;  opaque  in  plates  a  line  thick  ;  slightly  elastic  only ;  found  with 

apatite  in  sandstone  Angle  very  small 


r-r  30' 

B.  S. 

10? 

10? 

u 

10  30-10  50 

u 

11 

11? 

11 

13-13  12 

11 

13  30 

il 

13  30 

(( 

13  30-14 

u 

14 

(( 

14 

u 

15 

(( 

15 

(( 

15 

(( 

16 

u 

15  30-16  30 

t( 

16  7-16  15 

u 

1«  30 

it 

17  30-18 

n 

16-17 

n 

5—7 

H 

304: 


OXYGEN  COMPOUNDS. 


28.  Franklin,  N.  J.,  bronzy-yellow  About  14°  B.  a 

24  Burgess,  Canada  West,  wliitish-yellow  About  10  " 

25.  Fine,  St.  Lawrence  Co.,  N.  Y.,  very  dark  olive-brown  Est'd  10—12  " 

'/6.  Amity,  N.  Y.,  opaque  silvery  white  10  —  12  " 

27.  "Warwick,  Pa.,  brownish  olive-green  About  10  Blake. 

Phlogopite  occurs  also  at  Gouverneur.  K  Y.,  of  a  brownish  copper-red  ;  at  Sterling  Mine,  Mor- 
ris Co.,  N.  J.,  rich  yello\\'ish-brown,  inchning  to  red,  in  limestone  ;  at  Suckasunny  mine,  N.  J., 
deep  olive-brown,  inclining  to  yellow,  in  iimestoue  ;  Newton,  N.  J.,  yellow,  in  limestone ;  Lock- 
wood,  Sussex  Co.,  N.  J.,  deep  ohve-brown,  like  the  mica  of  Fine,  N.  Y.,  in  limestone ;  at  St.  Je- 
rome. Canada,  reddish-coppery.  The  crystals  at  Clarke's  Hill,  St.  Lawrence  Co.,  are  very  large, 
sometimes  nearly  two  feet  long;  lig.  281  represents  one  in  the  cabinet  of  "W.  W.  Jefferis,  which 
is  20  in.  long,  4  in.  thick  at  top,  and  84- in.  at  centre,  and  weighs  57i  pounds.  Senarmont  found 
one  deep  bottle-green  mica  of  unknown  locality  having  the  angle  15°. 

Named  from  ./.Aoywn- fire-like,  in  allusion  to  the  color. 

Alt.— The  phlogopites  are  quite  liable  to  change,  losing  their  elasticity,  becoming  pearly  in 
lustre,  with  often  brownish  spots,  as  if  from  the  hydration  of  the  oxyd  of  iron.  In  some  cases 
an  alteration  to  steatite  and  serpentine  has  been  observed.  A  serpentine  pseudomorph  after  phlog- 
opite from  Somerville,  St.  Lawrence  Co.,  N.  Y.,  afforded  Lewinstein  (ZS.  Ch.  Pharm.,  18G0,  15) 
Si  47-24,  ^1  2-32,  Mg  33-23,  Fe  I'lO,  Na  0-67,  K  0  57,  11  14-87  =  ln0. 

289.  BIOTITE,  Magnesia-Mica  pt..  Hexagonal  Mica,  Uniaxial  Mica.  Astrites  meroxenus 
(fr.  Yesuv.)  Breith.,  Handb.,  382,  1841.  Rubellan= Astrites  trappicus,  BreWi.,  ib.  379.  Biotit 
Hausm.,  Handb.,  671,  1847.  Rhombenghmmer  (fr.  Greenwood  Furnace)  Kenngoti,  Pogg.,  Ixxiii. 
661. 

Hexagonal.  JR  A  jR=62°  57\  crystals  fr.  Yesiiviiis,  Hessenberg;  a= 
4:'911126.  Habit  often  monoclinic.  Observed  planes :  0 ;  rhomboliedrons, 
i?,  1,  -i;  prism,  pyramids,  f  2,  f  2,  f  2,  1-2,  f  2,  2-2,  t-2,  f-2,  4-2  ; 
f-i?  the  form  fr.  Greenwood  Furnace,  the  rest  fr.  Yesuvian  crystals. 

283  0  A  ^=100°  0  A  f  2=98°  41' 

0  A  -1-2=121  25'  0  A  2-2=95  49 

6^A|-2  =  106  59  6>A4-2=92  55 

0  A  1-2=101  30^  0  A  1=113  47 

Prisms  commonly  tabular.  Cleavage  :  basal 
highly  eminent.  Often  in  disseminated  scales, 
sometimes  in  massive  aggregations  of  cleavable 
scales. 

H.  =  2'5  — 3.  G.  =  2-7— 3-1.  Lustre  splendent,  and  more  or  less  pearly 
on  a  cleavage  surface,  and  sometimes  submetallic  when  black ;  lateral  sur- 
faces vitreous  when  smooth  and  shining.  Colors  usually  green  to  black, 
often  deep  black  in  thick  crystals,  and  sometimes  even  in  thin  laminae,  un- 
less the  laminee  are  very  thin  ;  such  thin  laminae  green,  blood-red,  or  bro^^^l 
by  transmitted  light ;  'rarely  white.  Streak  uncolored.  Transparent  to 
opaque.  Optically  uniaxial.  Sometimes  biaxial  with  slight  axial  diver- 
gence, from  exceptional  irregularities,  but  the  angle  not  exceeding  5°  and 
seldom  1°. 

Oomp.,  Var.— Biotite  is  a  magnesia-iron  mica,  part  of  the  alumina  being  replaced  by  sesqui- 
oxyd  of  iron,  and  protoxyd  of  iron  and  magnesia  existing  among  the  protoxyd  bases.  Black  is  the 
prevaiUng  color,  but  brown  to  white  also  occur.  The  results  of  analyses  vary  much,  and  for  the 
reason  already  stated— the  non-determination,  in  most  cases,  of  the  degree  of  oxydation  of  the 
iron ;  and  the'  exact  atomic  ratio  for  the  species  and  its  limits  of  variation  are  therefore  not  pre- 
cisely understood.  The  0.  ratio,  which  appears  to  be  dominant,  is  1  :  1  :  2,  giving  the  formula 
(^Ks^^jj^-^c^ia^  which  is  the  formula  of  garnet.    In  some  cases  the  ratio  is  apparently  near 
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1  :  1^  :  and  1:2:3;  and  through  species  containing  much  iron  it  passes  to  micas  of  the 
species  annite  and  lepidomelane. 

The  analyses  below  are  arranged  in  two  divisions ;  (A)  having  the  0.  ratio  approximately  1  : 
1:2;  (B)  having  other  various  ratios. 

Analyses:  A.  1,  v.  Kobell  (Kastn.  Arch.  Xat.,  xii.  29);  2,  3,  Smith  &  Brush  (Am.  J.  Sci.,  II. 
xvi.  4.0);  4,  V.  Hauer  (Ber.  Ak.  Wien,  xii.  485) ;  5,  Smith  &  Brush  (1.  c);  6,  J.  L.  Smith  (Am.  J. 
Sci.,  II.  xlii.  91);  7,  v.  KobeU  (1.  c);  8,  v.  Kobell  (J.  pr.  Ch.,  xxxvi.  309);  9,  Bromeis  (Pogg.,  Iv. 
112);  10,  Chodnef  (Pogg.,  Ixi.  381);  11,  Chodnef,  with  oxyd  of  iron  by  MitscberKch  (J.  pr.  Ch., 
Lxxxvi.  1);  12,  Kjerulf  (J.  pr.  Ch.,  Ixv.  187);  13,  H.  Rose  (Gilb.  Ann.,  Ixxi.  13);  14,  C.  Bromeis 
(Bischof's  Lehrb.  G-eoL,  ii.  1418);  15,  Bukeisen  (Kenng.  Ueb.,  1856-57,  86);  16,  Scheerer  (ZS. 
(t.,  xiv.  60);  IT,  Kiebel  (ib.);  18,  A.  Streug  (B.  H.  Ztg.,  xxiii.  54);  19,  Klaproth  (Beitr.,  v.  78); 
2.>,  H.  Rose  (Pogg.,  i.  75);  21,  v.  KobeU  (Kastn.  Arch.  Xat.,  xii.  29). 

B.  22,  23.  Scheerer  and  Rube  (ZS.  G.,  xiv.  56);  24,  Yarrentrapp  (Pogg.,  Ixi.  381);  25,  Delesse 
(Ann.  Ch.  Phys.,  III.  xxv.  14);  26,  Svauberg  (Ak.  H.  Stockholm,  1839,  172);  27,  Kjeruh  (L  c); 
2>,  Svanberg  (1.  c,  177);  29,  Haughton  (Q.  J.  G.  Soc.  xviii.  41:-;);  3i>,  H.  Rose  (No.  20  above), 
31,  v.Kobell  (Xo.  21  above),  with  Mitscherlich"s  determination  of  the  iron. 


A. 

0.  ratio  approximately  1:1:2. 

Si  ^1 

3Pe 

Fe 

3^n 

Ca 

Xa 

K 

II 

P 

1.  Monroe 

40-00  16-16 

7 '50 

21-54 

10-83 

3'00 

O-tO   Ti  n'9  — 

U            XI  \}   

Vo   1  D  IV. 

2.  " 

39-83  14-99 

7-68 

£.6  oy 

1-12 

9-11 

1-30 

0"95  ri  0-44  — 

99-16  S.  &  B. 

3.  " 

39-51  15-11 

7-99 

23-40 



10-20 

1  .Q 

i  oo 

n-o ^  PI  11.1  (  

U  yo  1^1  0  44  — 

98-95  S.  &  B. 

4.  " 

40-21  19-99 

7-96 

21-15 

1-55 

0-90 

5-22 

2-89 

 =98-97  H. 

5.  Putnam  Co.39-62  17-35 

5-40 

23-85 



l-.a 

8-95 

1-41 

1-20. CI  0-27  r= 

99-06  S.  &  B. 

6.  Chester.Ms.39-0S  15-88 

7-12 

0-31 

23-58 



2-63 

7-50 

2-24 

0-76  =  98-60.  S. 

7.  Greenland  4roO  l6-»8 

4-50 

5-05 

18-86 

8-76 

4-30 

^/•.  =  99-3.5  K. 

S.  Bodenmais  40-86  15-13  13*00 

22-00 

8-83 

0-44 

 =100-26  K. 

9.  Vesuvius 

39-75  1.3-99 

8-29 

24-49 

0-87 

8-78 

0-75 

 gangue  0-1 

=  98-62  B. 

10.       "     (1)  40-91  17-79  11-02 

19-04 

0-30 

9-96 

 =9d-02  C. 

11. 

40-91  17-79 

3-.i0 

7-03 

19-04 

0-30 

9-96 

 =98-03  C. 

12.  " 

44-63  19-04 

4-92 

20-ft9 

2-05 

6-97 

0-17 

 =96-97  K. 

13.  L.  Baikal 

42-((l  16-05 

4-93 

25-97 

7-55 

0-65=97-16  R. 

14.  L.  Laach 

43-02  16-85  11-63 

18-40 

0-71 

1-15 

8-60 

 =100-36='B 

15.  Tyrol 

38-43  15-71 

14-49= 

tr. 

17-28 

tr. 

11-42 

2-76 

 =100-u9  B. 

16.  Brand 

37-18  17-53 

6-20 

15-35MnO-31 

9-05 

0-79 

2-93 

5  14 

3-62 

 Ti  2-47  = 

100-57  S. 

17.  " 

37-06  16-78 

6-07 

15-37 

tr. 

9-02 

0-57 

2-86 

5-96 

3-77 

 Ti  3-641'  = 

101-10  K. 

18.  Harzburg 

36-17  18-09 

8-70 

13-72 

11-16 

0-52 

tr. 

7-59 

2-28 

0-36  =  98-59  S. 

19.  Siberia 

42-50  11-50  22-()0 

2-0 

9-00 

10-00 

1-00 

 =98  K. 

20.  Mlask 

40-00  12-67  19-03 

0-63 

15-70 

5-61 

2-00  Ti,  Fe  1-63. 

=  97-27  R. 

21.  " 

42-12  12-83  20-78 

16-15 

8-58 

1-07 

 =101-53  K. 

B.  0.  ratio  approximately  1:2: 

3,  1 

U  : 

2|,  etc. 

22.  Freiberg 

37-50  17-87 

12-93 

9-95 

0-20 

10-15 

0-45 

3-00 

0-83 

3-48 

 Ti  3-06  = 

99-42  Su 

23. 

36-89  15-00  16-29 

6-95 

9-65 

1-75 

6-06 

4-40 

 Ti  3-16  = 

100-15  R 

24.  Zillerthal 

39-85  16-07  13-21 

15-60 

0-42  [13-68, 

loss  incl.l 

Yarr. 

25.  Alps, c^A-.^/i.  41-22  13-92  26-90 

1-09 

4-70 

2-58 

1-40 

6-05 

0-90 

1-58=100-34  D 

a  Much  ammoniacal  -crater  given  off  on  ignition,  and  anal,  made  on  the  mineral  after  thns  drying, 
b  Containing  Fe  and  Al.  c  As  published,  protoxyd. 

20 
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Si 

Al  ±-e 

Fe 

Mg 

Ca 

Xa 

Tv 

H 

r 

26.  Pargas  42-58 

21-68  10-39 



0-75 

10-27 

1-04 



8-45 

3-35 

0-51  =  99-02  S. 

27.  E[M,br.-hnA-6-]0 

15-05  25-b9 

10-82 

0-81 

U-82 

4-62 

1  50 

 Ti  1-03  = 

103-59  K 

28.  Rosendahl  44-41 

16-86  

2<i-7l 

0-45 

11-26 

1-50 

4-05 

1-13 

0-41  =  101-68  a 

29.  Gar. Wood  44-40 

21-52  10-72 

3-96 

1-28 

6-14 

2-70 

0-74 

6-18 

1-20 

 =  98-84  H. 

30.  Miask  40-uO 

12-67  1-97 

15-39 

0-63 

15-70 

tr. 

5-61 

2-lOTi  1-B3  = 

95-7n  R. 

31.       "  42-12 

12-83  2-53 

15-32 

16-15 

8  58 

1-07 

 =98-60  K. 

In  anal.  5,  G.  =  2-80,  the  mica  talc-like,  pale  ywh.-gn,  hy  transmitted  light,  inelastic,  waxy, 
probably  somewhat  altered ;  6,  chlorite-lvke,  with  emery,  etc.;  8,  G.  =  2-7;  16,  17,  from  the  Erz- 
gebirge  ;  18,  from  gabbro,  opt.  char,  not  given  ;  22,  23,  bronze-brown  to  black,  in  gneiss  ;  25,  out 
of  protogine  of  Alps ;  29,  from  granite,  Ireland. 

In  the  Vesuvian  biotite,  anal.  12,  0.  ratio  for  R,  K,  Si=  10-05  :  10-^6  :  23-17  ;  anal  10,  9-37 
12-33:  21-24=1  :  1^:  2^;  anal.  11  (10  as  modified  by  Mitscherlich),  9-25  :  9-93  :  21-24.  Anal.  16, 
as  it  stands,  gives  the  ratio  1  :  1;^  :  2;^ ;  18,  1  :  1  :  If;  2i  to  29,  nearly  1:2:3,  but  some  defi- 
ciency of  protoxyds  in  -il,  28,  making  the  ratio  nearer  1  :  2f :  4.  The  last  two,  30,  31,  are  the 
analyses  by  Rose  and  v.  Kobell,  Nos.  20,  21,  with  the  Fe  and  Fe  as  recently  determined  by  A. 
Mitscherlich.  Mitscherlich's  results  change  the  ratio  from  1  :  1  :  2  to  nearly  5  :  3  :  10,  or  the  ratio 
approximately  of  phlogopite ;  and  if  his  determination  should  be  sustained,  the  Siberian  mica 
analyzed  would  appear  to  be  phlogopite. 

A  chrome  magnesia  mica(Chromglimmer)o^  a  green  color,  from  Schwarzen stein,  in  Zillerthal,  af- 
forded Schafhautl  (Ann.  Ch.  Pharm.,  xlvi.  325)  over  5  p.  c.  of  oxyd  of  chromium,  and  theO.  ratio 
for  the  whole  6-4  :  9*6  :  24-75  =  2  :  3  :  8.  He  obtained  Si  47-68,  Al  15-15,  €r  5-90,  Fe  5-72,  Mu 
1-05.  Mg  11-58,  Na  1-17,  K  7-27,  H  2-86  =  98-38. 

Pyr.,  etc. — Same  as  phlogopite,  except  that  with  the  fluxes  it  gives  strong  reactions  for  iron. 

Obs. — Biotite  was  first  shown  to  be  optically  uniaxial  by  Biot,  after  whom  it  is  named ;  and, 
later,  to  be  liexagonal  hi  crystallization  by  Marignac  (Bibl.  Univ.,  1847,  Suppl.  vi.  300);  Brooke 
and  Miller  (Miu.,  387);  Kokscharof  (Min.  RussL,  ii.  291);  and  quite  recently,  and  after  careful 
measurements,  by  Hessenberg  (Min.  Not.,  No.  vii.  15,  1866).  But  still  the  crystals  are  often 
slightly  biaxial,  as  first  remarked  by  Silliman  (Am.  J.  Sci.,  II.  x.  372,  1S50),  and  W.  P.  Blake 
(ib.,  xii.  6,  1851);  and  later  by  Dove  (Ber.  Ak.  Berlin,  1853),  Senarmont  (Ann.  Ch.  Phys.,  III. 
xxxiii.  391,  xxxiv.  171),  Graihch  (Lehrb.  d.  Kryst.,  1856),  and  others.  On  the  ground  of  the 
biaxial  character  observed,  Descloizeaux,  in  his  Min.,  i.  88,  1862,  made  the  species  orthorhombic. 
Blake  examined  specimens  from  Greenwood  Furnace ;  a  silvery- white  var.  fr.  Easton,  Pa. ;  a 
crimson  from  Topsham,  Me. ;  a  fiery-red,  by  transmitted  light,  from  Moriah,  Essex  Co.,  N.  Y. ;  a 
dark  bottle-green  from  Moor's  Slide,  Ottawa,  Canada ;  and  seven  different  varieties  from  Vesuvius. 
But  the  divergence,  which  was  in  all  very  small,  was  not  measured.  One  of  the  uniaxial  micas 
examined  by  Biot  is  stated  by  him  to  have  come  from  Topsham,  Me.  Kokscharof  found  some 
crystals  from  Vesuvius  true  uniaxial. 

The  following  are  the  results  of  measurements  by  Senarmont  and  Grailich  (two  or  three  of  the 
micas  perhaps  phlogopitesj : 


1.  Axial  plane  parallel  to  the  longer  diagonal. 


1.  Greenwood  Furnace  0°—l°  Grailich. 

2.  Pellegrino,  Tyrol ;  hexagonal ;  in  limestone  0  — 1  " 

3.  Karosulik,  Greenland;  sea-green  1  — 2  Grailich. 

4.  Lake  Baikal;  dark  brown  1  — 2  " 

5.  Adun-Tschilon,  Siberia ;  reddish-brown,  in  dolomite  (phlogopite  ?)  1  — " 


6.  Ceylon ;  clear  green,  transparent 

7,  Philadelphia;  clear  oh ve-green  (phlogopite ?) 


-2  Senarmont. 


Axial  plane  parallel  to  the  sh&rter  diagonal. 


1.  Vesuvius  ;  so-called  meroxene 

2.  Vesuvius  ;  duU  green  to  colorless 

3.  Vesuvius ;  brownish-green 

4.  Vesuvius;  bluish 

5.  Vesuvius  ;  greenish-black  in  pumice 

6.  L.  Baikal ;  deep  brown,  transparent,  hexagonal 


0°— 1°  GraQich. 


Senarmont. 


UNISILICATES. 


307 


7.  Easton,  Pa. ;  silvery  white  1° — 2*  Grailich. 

8.  Fassa,  Tyrol ;  resembling  meroxene  1  — 3  " 

9.  Easton,  Pa. ;  greeu  3  —4  " 

Grailich  found  the  angle  0',  or  zero,  in  mica  from  Zillerthal;  Norway,  dark  green;  Kariat, 
dark  olive-green ;  Retzbanya,  greenish  to  colorless ;  Goshen,  pistachio-green  ;  Leonfelden,  black  : 
Magura,  dark  red;  Altenberg,  dark  bluish;  Horn,  black;  Besztercze,  dark;  Auaksirksarklich, 
hver-brown. 

The  Vesuvian  biotite  found  on  Mt.  Somma  (Meroxene  of  Breith.)  occurs  in  brilliant  crystals 
with  numerous  polished  facets.  Other  foreign  localities  are  named  in  connection  with  the  anal- 
yses. The  mica  from  Greenwood  Furnace.  Monroe.  X.  Y.,  analyzed  by  von  Kobell  (anal.  1), 
occurs  in  large  and  very  regular  rhombic  prisms  (sometimes  o  or  6  in.  across)  obhque  from  an 
acute  edge  ;  and  also  in  tetrahedral  pyramids ;  the  faces  of  the  pyramids  incline  to  the  cleavage 
plane  at  113°  to  ll-i" ;  v.  Kobell  gives  for  the  angle  R  \ R  (faces  of  the  pyramid)  71'  to  72\  This 
is  the  same  mica  with  that  analyzed  by  Smith  and  Brush  (anal.  2,  3),  as  Prof.  Brush  has  assured 
himself  by  an  examination  of  von  KobelFs  specimens  at  Munich. 

Alt. — RuheUojn  is  considered  an  altered  biotite ;  it  occurs  in  small  hexagonal  forms,  of  a  red 
color,  in  a  kind  of  wacke.  Steatite  is  also  a  result  of  the  alteration  of  this  species,  as  in  granite 
at  Briinn  and  Thierscheim.  Among  the  above  analyses,  several  indicate  incipient  change  by  the 
water  and  clilorine  present.    Mica,  altered  to  magnetite,  has  been  observed  in  the  Tyrol. 

The  Eukompiitt  of  Kenngott  (Ucb..  1 8o3.  58.  1855.  and  described  under  the  name  Chlorit  ahnliches 
Mineral  in  Ber.  Ak.  AVieu,  xi.  609,  185:5)  is  a  hydrous  biotite.  probably  a  result  of  alteration, 
from  Presburg.  Hungary.  It  is  between  mica  and  chlorite  in  its  characters.  Color  nearly  black, 
but  in  very  thin  folia  brown  to  hyacinth-red  or  reddish-yellow;  H.  =  2— 2*5;  G.— 2'73.  Com- 
position, according  to  an  analysis  by  v.  Hauer  (1.  c).  Si  38-13,  Al  21-60,  Fe  19"92,  Mn  2"61,  Mg, 
by  losp,  13-76,  H  3-98  =  100,  giving  the  oxygen  ratio  for  R,  R,  Si,  H=l  :  1  :  2  :  The  Voigtite 
of  Schmid  may  also  be  a  hydrated  biotite.    See  under  Hydrous  Silicates,  p.  393. 


290.  LEPIDOMELANE.    Hausmann,  Gel.  Anz.  G5tt.,  945,  1840. 

Hexagonal  ?  In  small  six-sided  tables,  or  an  aggregate  of  minute  scales. 
Cleavage  basal,  eminent,  as  in  other  micas. 

H.  =  3.  G.  =  3'0.  Lustre  adamantine,  inclining  to  vitreous,  pearly. 
Color  black,  with  occasionally  a  leek-green  reflection.  Streak  grayish-greeu. 
Opaque,  or  translucent  in  very  thin  laminae.  Somewhat  brittle,  or  but  little 
elastic.    Optically  unaxial ;  or  biaxial  with  a  very  small  axial  angle. 

Comp. — An  iron-potash  mica.  0.  ratio  for  bases  and  silica  1:1;  for  R,  R.  mostly  1  :  3,  but 
varying  to  1  to  more  than  3  ;  of  doubtful  hmits,  on  account  of  the  doubts  as  to  the  state  of 
the  iron  in  most  of  the  analyses.  1  :  3  for  the  ratio  of  R,  R  gives  ft^-ff  R)"  Si^  Differs  from 
biotite  in  the  smaUer  proportion  of  protoxyds  and  little  alumina  and  magnesia,  but  appears  to 
agree  with  it  in  optical  characters. 

Analyses:  1,  Soltnaann  (Pogg.,  1.  664);  2,  Svanberg  (Ak.  H.  Stockh.,  178,  1839);  3-7,  Haugh- 
ton  (J.  G.  Soc,  XV.  1-29,  xviii.  4i3,  Phil.  Mag.,  IV.  xviii.  259);  8,  lUiug  (Gieb.  u.  Heintz,  ZS.  Xat., 
1854,  339): 

Si       Xl      3Fe     Fe    Mn  Sig  Ca    Na     K  fl 

1.  Wermland  37-40  11-60  27-66  12-43   0*26    9-20  0-60=99'49  Soltm. 

2.  Abborforss  39-45    9-27  35-78    1-45  2-54  3-29  0-31    5  06  1-83,  Ca  0-32,  F  0-29  = 

99-58  Svanb. 

3.  Jonesed.  Sw.  39-70  12-25  2:V55    0-96  1-00  7-25  4-48  0-47  7-30  l-no=99-76  Haughton. 

4.  Carlow  Co.  35-55  17  08  23-70  3-55  1-95  3-07  0-61  0  35  9-45  4-30=99-61  Haughton. 
6.  Ballvgihen  36-20  15-95  27-19    0-64  r50  5-00  0-50  0-16  8-65  3-90  =  99  69  Haughton. 

6.  Gleuveagh  36-16  19-40  26-31   '0-62  0*40  4*29  0-58  0-48  9-00  2-40=99-64  Haughton. 

7.  Canton  35-50  20-80  19-70    7-74  1-70  4-4o  0-56  0*10  9-00  0-25  =  99-81  Haughton. 

8.  Haindorf,  Silesia    36-98  20-25  23-14    6-16  2-96  5-44  8  52   =103-45  lUing. 

The  original  lepidomelane,  anal.  1,  affords  the  0.  ratio  1:3:4.  The  Irish  variety  (anal.  4,  5,  6, 
7)  affords  as  a  mean  result,  1  :  3-3  :  4'1  ;  Xo.  4  is  from  BallyeUin,  and  5,  6,  from  Donegal  Co.  The 
Abborforss  mica  affords  1  :  4*6  :  6-2;  but  if  the  water  be  made  basic,  1:3-1:  4-3;  and  anah  8 
corresponds  to  1  :  3-2  :  3-8;  both  near  1:3:4.  The  mineral  of  the  last  has  G.  =  3-96,  and  is 
very  fusible. 

Pyr.,  etc. — B.B.  at  a  red  heat  becomes  brown  and  fuses  to  a  black  magnetic  globule.  Easily 
decomposed  by  muriatic  acid,  depositing  sihca  in  scales. 
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OXYGEN  COMPOTJlfDS. 


Obs.— A  scaly-massive  mineral  at  Persberg  in  "Wermland,  Sweden,  containing  imbedded  prisma 
of  hornblende,  the  scales  half  a  line  or  so  across  ;  mica-like  at  Abborforss  in  Finland;  in  granite 
in  Ireland,  at  Ballyellin  in  Carlow  Co.,  Leinster,  at  Ballygihen  in  Donegal  Co.,  and  at  Canton, 
mostly  in  largish  crystals  or  plates  inch  across  and  larger).  The  Donegal  and  Leinster  Co.  mica 
is  optically  nniaxial,  according  to  Haughton.  The  granite  contains  also  a  white  muscovite  (see 
anal.  8-11,  under  Muscovite)  ;  and  in  some  cases  the  black  and  white  form  parts  of  the  same 
crystal ;  and,  where  so,  the  optic-axial  divergence  of  the  muscovite  was  diminished,  according 
to  some  trials,  20°.    Named  from  A^rtf,  scale,  and  /<£Xa?,  Uack. 

Alt. — Haughton  gives  the  following  as  the  composition  of  an  altered  form  of  the  black  mica 
of  Donegal  Co.,  Ireland  (Nos.  5,  6,  above);  it  was  from  Castlecaldwell :  Si  31  60,  Al  19'68,  Fe 
23-35,  Fe  4-04,  Mn  ]-20,  Mg  7-03,  Ca  0'45,  Xa  0-74,  K  3-90,  H  8'68  =  100-67.  It  approaches  a 
chlorite. 

Pterolite  of  Breithaupt  (B.  H.  Ztg.,  xxiv.  336)  appears  to  be  an  altered  lepidomelane,  of  a 
pearly  lustre,  and  a  color  between  ohve-green  and  liver-brown;  scaly  massive  in  texture.  In  the 
analysis  by  R.  Miiller  he  found  part  of  the  mineral  soluble  in  heated  muriatic  acid  and  part  not; 
and  in  analyses  of  the  whole  and  the  parts  separately,  the  foUowmg  results : 

1.  The  whole 

2.  Sol.  part 

3.  lusol,  part 

The  0.  ratio  for  the  soluble  part  is  2  :  3  :  5;  for  the  insoluble,  3  :  2  :  10.  It  occurs  at  Brevig, 
Isorwav,  with  astrophyllite,  wiUilerite,  gcgirite,  etc. 

A  Brevig  mica  afforded  A.  Dufrance  (ZS.  G..  xiv.  100)  Si  35-93,  Al  10  98,  Pe  9-82,  Fe  26-9.3, 
Mn  0-72,  Mg  5-13,  Ca  1-04,  Xa  5-18,  K  0  24,  H  4-30,  Ti  0-99  =  101-26.  It  is  probably  an  altered 
mica,  as  shown  by  the  amount  of  soda  present. 

Bastoxite  is  a  mica  in  large  plicated  plates,  of  a  greenish-brown  color,  greasy  lustre,  very 
small  optical  angle,  easily  fusible  into  a  black  enamel,  discovered  by  Dumont  in  a  quartzite  from 
Bastoigne,  Duchy  of  Luxembourg  (Descl.  Min.,  -ITS,  1862). 

A.  brownish-black  mica  from  Renchthal,  in  the  Schwarzwald,  with  slight  optic-axial  angle  and 
pearlv  metalloidal  lustre,  afforded  Nessler  (Jahresb.,  1863,  820)  Si  38-34,  Al  33-80,  3Fe  13-73,  Fe 
7-40,  Mg  0-36,  Xa  0-56,  K  4-22,  H  1'36,  F  tr.,  Ti  0  60  =  100  37. 


Si 

3Pe 

Fe 

Mg 

Ca 

Na 

K 

39-38 

6-65 

19-89 

16-43 

0-56 

5-47 

2-81 

7-86 

1-39 

36-08 

4-99 

25-98 

14-28 

5-43 

3-68 

7-96 

1-31 

50-14 

12-03 

23-43 

6-88 

7-52 

291.  Anxite  Dana.  The  lepidomelane  of  Cape  Ann,  described  and  analyzed  by  J.  P.  Cooke 
(Am.  J.  Sci.,  II.  xliii.  222),  differs,  according  to  the  analyses,  in  having  the  0.  ratio  1:2:3,  instead 
of  1  :  3  :  4.  In  optical  and  other  physical  characters  it  is  like  lepidomelane.  It  occurs  in  plates 
and  disseminated  scales;  H.  =  3;  Gr,=8-169  ;  color  black;  streak  dark  green ;  opaque,  except  in 
very  thiu  folia.    Cooke  obtained : 

gi       ^1       Vq      Mn     Fe      Mg      Li      K    Xa,  Rb  H  SiF^ 

A.  (§)  39-55    16-73    12-07    0-60    17-48    0-62     0-59    10-66  1  50    0-62  =  100-42. 

B.  37-39    16-66    13-74    0-64    19-U3    0-59    10-20    1*75   =100. 

Anal.  B  is  deduced  from  A  on  the  supposition  that  the  mineral  was  mixed  intimately  (as  a" 
result  of  contemporaneous  crystallization)  with  cryophyllite,  an  associated  species  at  the  locality, 
and  that  the  amount  of  lithia  indicated  the  proportion  of  cryophyllite.  0.  ratio  deduced  for  the 
latter  for  K,  If,  Si,  H=6-2  :  12-1  :  19-9  :  1-6.  It  maybe  found  that  the  biotites  having  the  0.  ratio 
for      Jj=  1  :  2  should  be  here  placed. 

Occurs  in  the  Cape  Ann  gTanite,  -v\ith  cryophyllite,  orthoclase,  albite,  and  zircon  (cyrtolite). 


292.  ASTROPHYLLITE.    AstrophyUit  Scheerer,  B.  H.  Ztg.,  xiii.  240,  1854. 

Orthorliombic ;  habit  monoclinic.  I A  1=120°.  Usually  in  tabular 
prisms  ;  often  lengthened  into  strips  with  parallel  sides  in  the  direction  of 
the  shorter  diagonal.  Observed  form  a  narrow  tabular  crystal,  terminating 
in  front  in  two  planes  of  an  octahedron,  and  below  these  one  of  a  macro- 
dome  ;  the  front  angle  of  the  former  160°,  and  the  edge  between  the  planes 
inclined  to  0  125°  ;  0  on  the  raacrodome  130°.  Cleavage  :  basal  eminent. 
Sometimes  in  stellate  groups. 

H.=3.  G.  =  3-321,  Pisani.  Lustre  submetallic,  pearly.  Color  bronze- 
yellow  to  gold-yellow.    Powder  resembling  that  of  mosaic  gold.  Translu* 
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cent  in  thin  leaves.  LaminjB  only  slightly  elastic.  Optic-axial  diver- 
gence 118° — 124:°  I  bisectrix  normal  to  the  cleavage-surface;  Descl. 

Comp. — Perhaps  (R^K)-  Si^,  tlie  titanium  oxyd  being  included  with  the  bases.  Tlie  protoxyd:? 
include  prot.  of  iron  and  manganese,  with  potasii,  soda,  etc. ;  the  sesquioxyds  those  of  iron  and 
aluminum;  the  deutoxyds  that  of  titanium,  and  perhaps  that  of  zirconium.  Analyses  :  1,  Pisani 
(C.  P.,  Ivi.  846);  2,  3,  4,  Scheerer,  Meinecke,  and  Sieveking  (Pogg.,  cxxii.  113)  ; 

Si  Ti      Zr  A\  3Pe      Fe  Mn  Mg  Ca      Li  Xa     K  ign. 

1.  33-23  T-09  4-97  4-00  3-75  23-58  9-90  1-27  MB      tr.  2-51  5  82  l-86=:99-ll  P. 

2.  3r21  8-24    3-02  7*97  21-40  ]2-63  1-64  2-11    2-24  3-18  4-4l=:99-05  S. 

3.  32-35  8-84    3-46  8-05  18-06  12-68  2-72  1-8G   4*02  2-94  4  53=99-51  M. 

4.  33-71  8-76    3-47  S'ol  25'21  10-59  0*05  0-95    3-69  U-65  4-85=  100-44  S. 

Pisani's  analysis  gives  for  the  0.  ratio  of  K,  R.  ^,  Si,  H,  9-78  :  4-07  :  2-99  :  17-72  :  l-65  =  ap- 
proximately  (water  excluded)  10  :  4  :  3  :  17 ;  or  for  bases  and  sihca  1:1;  and  Sieveking's  analy- 
sis affords  9*28  :  4-17  :  3-42  :  17-97  :  4  31=(water  excluded)  1  :  1  for  bases  and  sihca. 

Pyr.,  etc. — B.B.  swells  up  and  fuses  easily  to  a  black  magnetic  enamel.  AAath  soda  or  borax, 
a  strong  manganese  reaction.  Decomposed  by  muriatic  acid  with  a  separation  of  silica  in 
scales. 

Obs. — Occurs  at  Brevig,  Norway,  in  zircon-syenite,  imbedded  in  lamellar  feldspar,  and  associ- 
ated with  catapleiite,  and  large  prisms  of  black  mica. 

293.  MUSCOVITE.  Common  Mica;  Potash  Mica;  Biaxial  Mica;  Oblique  Mica.  Glimmer, 
Zweiaxiger  Ohmmer,  Germ.  Muscovite  Z>a/ia,  Min.,  356,  1850.  Phengit  v.  Kob.,  Taf,  62,  1853. 
Xacrite  (fr.  Maine)  Thorn.,  Rec.  G-en.  Sci.,  332,  1836.  Puchsite,  Chromghmmer  pt.,  Schafhlutl, 
Ann.  Ch.  Pharm.,  xhv.  40,  1842.  Talcite  (fr.  Wicklow)  Thoimon,  Rec.  Gen.  ScL,  iii.  332,  1836 
[not  Talcite  Xi>z/;a/i= massive  scaly  talc].  Adamsite  Shep.,  Hitchcock's  Rep.  G.  Yt.,  i.  484, 
1857. 


Orthorhombic.  /A  7=120°  Habit  monoclinic.  Observed  planes :  0; 
vertical,  /,  i-i,  i-i,  i-z  ;  domes,  6-z,  4-i,       i^-z,       f-z;  octahedral  (or  hemi- 


octahedral)  4,  3,  |,  2 

0  A  -i^Oi^  20' 
0  A  2  =  98  38 
OA  1=102  50 
0  A  1  =  106  53^ 


4 

5  "3? 


1. 


1  2 
7  5 


JL  2  . 
3?  7'  5 


2  "^J 


0  A  1=121°  16' 
6>  A  1-2=125  2 
O  A  -|-^=114  29 
0  A  6-2=92  54 


0  A  1-2  =  106^  53' 
0  A  2-2=98  38 
0  A  4-2=94  20 
6>  A  6-3=92  31 


285 


Miask,  UraL 


286 


Binnen  Valley. 


Cleavage  :  basal  eminent ;  occasionally  also  separating  in  fibres  parallel 
to  a  diagonal.  Twins  :  often  observable  by  internal  markings,  or  by  polar- 
ized light ;  composition  parallel  to  /  consisting  of  six  imlividnals  thns 
nnited  ;  sometimes  a  nnion  of  /  to  2-2.  Folia  often  aggregated  in  stellate, 
plumose,  or  globular  forms  ;  or  in  scales,  and  scaly  massive. 

H.  =  2  — 2*5.  G.=2-T5  — 3*1.  Lnstre  more  or  less  pearly.  Color  white, 
gray,  brown,  hair-brown,  pale-green,  and  violet,  yellow,  dark  olive-green. 
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rarely  rose-red  ;  often  different  for  transmitted  and  reflected  liglit,  and  dif 
ferent  also  in  vertical  and  transverse  directions.  Streak  nncolored.  Trans- 
parent to  translucent.  Thin  laminae  flexible  and  elastic,  very  tough. 
Double  refraction  strong;  optic-axial  angle  44°  — 78°. 

Comp. — 0.  ratio  for  R  +  K,  Si  1  :  1^;  rarely  1  :  H,  and  for  R,  S  either,  approximately,  1  :  6, 
1  :  9,  or  1  :  12  ;  R=:potasli  (K)  almost  solely.  These  ratios  may  hereafter  prove  to  be  different 
after  a  correct  determination  in  each  case  of  the  degree  of  oxydatiou  of  the  iron.  Fluorine  is 
present,  hut  not  over  1  p.  c.  has  in  any  case  been  detected. 

Water  is  often  present,  especially  where  the  latter  ratio  is  1  :  6  or  1  :  9  ;  and  it  sometimes 
amounts  to  5  p.  c. ;  and  the  kinds  containing  3  to  5  p.  c.  of  water  have  been  referred  to  the  spe- 
cies Margarodlte ;  making  the  water  basic  in  such  kinds,  the  0.  ratio  for  bases  and  silica  becomes 
1  :  1,  as  in  other  unisilicates.  The  hydrous  kinds  so  graduate  into  the  anhydrous  that  the  analy- 
ses are  here  brought  all  together,  although  the  species  margarodlie  is  introduced  on  page  487. 
The  ratio  1  :  1^  may  indicate  that  muscovite  is  a  combination  of  3  parts  of  a  unisihcate  and  2  of 
a  bisihcate,  as  in  the  formula  8  (R^,  R)^  Si^  +  2  (S^  R)  Sil  But  if  the  mineral  is  a  true  unisihcate,  as 
its  relation  to  biotite  and  phlogopite  would  indicate,  but  with  an  excess  of  silica,  the  formula  may  be 
(K^,  S)^  Si^+l|  Si ;  or  else  with  half  the  excess  of  silica  basic.  With  the  0.  ratio  1  :  6  for  R  and  fi, 
the  bases  corre'spond  to  S;  with  I  :  9,  to  ^%  R;  with  1  :  12,  to  h  K'  +  tI  ^^ 

The  analyses  are  here  arranged  in  groups ;  first,  according  as  the  oxygen  ratio  between  the 
bases  (S  +  R)  and  silica  (Si)  is  1  : 1;^,  or  1 :  ;  and  suhordinately^  into  those  in  which  the  oxygen 
ratio  between  the  protoxyds  (R)  and  sesquioxyds  (R)  is  either  1 :  6  approximately,  or  1  : 9,  or  1  : 
12.  It  is  to  be  remarked  that  the  incipient  alteration  of  a  mica,  attended  with  the  introduction  of 
a  little  magnesia,  lime,  or  soda  (Mg,  Ca,  or  Na),  with  a  removal  or  not  of  some  potash  (K),  might 
increase  the  proportion  of  protoxyds  and  thus  change  the  latter  ratio  from  1  :  1 2  to  I  :  6,  or  pro- 
duce the  intermediate  gradations. 

Analyses :  A.  1.  0.  ratio  o/  R,  It,  1 :  6  ;  1,  Delesse  (Ann.  d.  M.,  IV.  xvi.  202) ;  2,  Rammelsberg 
(Pogg.,  Ixxxi  38) ;  3,  Schaf  hautl ;  4-6,  Smith  &  Brush  (Am.  J.  Sci.,  II.  xvi.  46,  47,  xv.  210);  7,  8, 
Haughton  (Phil.  Mag.,  lY.  ix.  272);  9,  Sulhvan  (J.  G.  Soc.  Dublin,  iv.  155);  10-13,  Haughton 
(1.  c,  and  Q.  J.  G.  Soc,  xviii.  414,  xx.  280). 

2.  0.  ratio  of  R,  R,  1:9;  14,  Kussin  (Ramm.,  4th  Suppl.,  75,  and  Min.  Ch.,  657) ;  15,  Roth  (ZS. 
G..  vii.  15);  16,  Schafhautl  (Ann.  Ch.  Pharm.,  xliv.  40);  17,  18,  Fuchs  (Jahrb.  Min.,  1862,  795); 
19.  Apjohn  (Q.  J.  Sci.  Dubhn,  i.  119);  20,  B.  Boricky  (Ber.  Ak.  Wien.  liv.  287). 

3.  0.  raiioo/R,  R,  1 :  12  ;  21,  22,  H.  Rose  (Schw.  J.  xxix.  v82,  GHb.  Ann.,  Ixxi.  1-3,  Pogg.,i.  75); 
23,  Svanberg  (Ak.  H.  Stockh.,  1839,  155);  24-26,  H.  Rose  (1.  c);  27,  J.  D.  Barrack  (This  Min., 
1850,  357);  28,  v.  Hauer  (Ber.  Ak.  Wien,  xlvii  216). 

B.  29,  V.  Rath  (Pogg.,  xcviu.  285);  30,  Kjerulf  (Ramm.  Mm.  Ch.,  658);  31,  v.  Rath  (Pogg.,  xc. 
•288)  : 

A.  Oxygen  ratio  of  fi+K  to  Si  1  :  IJ,  or  nearly.  In  1,  1  : 1-25 ;  2,  1 :  1-24 ;  3,  1 :  1-26 ;  4,  5,  1 : 
1-25;  6,  1:1-2;  7,  1:1-2;  8,  1:1"24;  9,  1:1-22;  10,  1:1-28;  12,  1:1-26;  13,1:1-25;  14,1: 
1-23;  15,  1:  1-12;  16,  1  :l-25;  17,  1  :l-35;  18,  1:  1-21;  19,  1  :l-2;  20,  1:  1*26;  21,  1:  1'23. 

1.  0.  ratio  of  S,  S,  1 :  6.    (Maegarodite  in  part.) 

Si      ^1    Ve  Mg    Oa    Ka     K  H  F 

J.  St.  Etienne  46-23  38  08  3-48  2  10  ^ —  1-45    8-87  4-12  <r.,  iJin     =99  28  Delesse. 

2.  ?  '  47-84  32  66  S'Oti  1-28  0*29  1-55  10-25  2-43   =99  06  Ramm. 

3.  ZiUerthal  47-05  34-90  1*50  1*95           4-07    7-96  1*45   =98-88  Schaf h. 

4  Monroe,  Ct.         46-50  33-91  2-69  0-90           2-70    7  32  4  63  0-82,  CI  0  31=99-78  S.  &  B. 

5.  "       "  45-70  33-76  3-11  1-15    2*85    7-49  4  90  0-82,  CI  0-31  =  100  09  S.  <fe  B.. 

6.  Litchfield,  Ct.  44-60  36-23  1-34  0-37  0-50  4-10    6-20  5-26  tr.  =100-60  S.  &  B. 

7.  Dublin  Co.  43-47  31-42  4-79  1  13  1-38  1-44  10-71  5-43   =99-77  Haughton. 

8.  Gleudalough,  44  71  31-13  4-69  0-90  1-09  1*27    9-91  6-22   =99-92  Haughton. 

9.  Glenmalure  47-41  36-21  3-11  1-57  1*29  2-51    5*51  2;37  0-86=100-84  SuUivan. 

10.  Mt.  Leinster        44-64  30-18  6-35  0-72    ir.    12-40  5-32   =99-()l  Haughton. 

11.  BonegSil  white     44-80  29-76  8-80  0-71  0-45  0-32  12  44  2-00   ,  Mn  0-48  =  99  76  Haught. 

12.  "      '    "         45-24  35-64  2-24  O  'Zl  0-51  0  54  10-44  4-00   ,  FeO-70,  Mn  0-24=l(;(r26 

Haughton. 

13.  Ttterby,    "         44-64  35-36  3  52  0  36  0  90  1-44  10-68  2-80   ,  Fe  0-3,  Mn  0-2  =  l(i0-20  H. 

2.  0.  ratio  o/iJ,  B  1  :  9  approximately  (Maegarodite  or  Damoueite  in  part)  (in  13,  1  :  10-5; 
.n  14,  1  :  91;  in  15,  1:  7  5). 

14.  Zsidovacs  48-07  38-41  tr.        10-10  3-42  — ,  ]S[n  /r.  =  100  Kussin. 
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Si     3ti     3Pe    Mg   Ca  Xa     K  H  F 

15.  Lisens,  Tyrol        44-71  35-29  4-12  0-39  0-98       8-82  5*69   =100  Roth. 

16.  Zillerth.,  Fuchsiie  47-95  34*45  l-8o  0-71  0-59  0-37  10-75    0-35,  £r  3-95  =  100-92  Schafh. 

U.  li'dTZ,  black           45-02  35-00  6-G7  3-i)8  0-13  1-U4    3-89  3  31  Mti,        1-75  =  101-05  Fuchs. 

18.  "        "  44-55  34-68  6-60  3-04  0-13  1-03    3-85  3-28  1-16,        1-73  =  100  Fuchs. 

19.  Ross  Hill,  I.         46-42  37-92  0-46  (rl7  0-67  1-54    9-63  4-40   =101-21  Apjolm. 

20.  Dobrowa  48-74  37-96    2  41  2-63    3-07  5-45   =  100-26  Borickj. 

8.  0.  ratio  o/      S  1:  12  (in  15,  1:  12-4;  in  21,  1:  12-5;  22,  1:9-5;  23,  1  :  13-3;  24,  1:  11-9; 


25,  1  :  12-4;  26, 

1  :  11-2). 

21.  Uto 

47-50 

37-20 

3-20   

9-60 

2-63 

0-53.  Mn  0-81  =  101-47  Rose. 

22.  Broddbo. 

46-10 

31-60 

8-65  

8-39 

1-00 

1-06,  Mn  l-26  =  98-()6  Rose. 

23. 

47-97 

32-35 

5-37   

8-31 

3-32 

0-72!  Mn  1-511  =  99-54  Sv. 

24.  Fahlun 

46-22 

34-52 

6-04  2-lP 

8-22 

o-;»8 

1  (1:^=90- 12  Rose. 

25.  Kimito 

46-36 

36-80 

4-53   

9-22 

1-84 

0-67  =  99-42  Rose. 

26.  Ochotsh 

47-19 

33-80 

4-47  2-58^ 

0-13  

8-35 

4-07 

0-28=  100-^7  Rose. 

27.  Union ville 

46  75 

39-20 

tr.  1-02 

6-56 

4-90 

 =9b-^2  D arrack. 

28.  Rio  Janeiro, 

bnh.  47-60 

35-70 

4-31  0-59 

0-43   

6-07 

4-04 

 =9b-74  Hauer. 

*  Mn  O  included. 
B.  Oxygen  ratio  of  R-i-R  to  Si  1  :  1^,  or  nearly. 

29.  Hirscbberg  49*04  29-01  5-56  0-75  0-17  0-50  11-19  4-65   =100-87  Rath. 

30.  "  51-73  28-75  5-37  0-62    2-14    8-28    0-83  =  99-72  Kjerulf. 

31.  Pargas  50-10  28-05  6-46  0-40  2  41  1-26    7-56  3-87   =99-11  Rath. 

In  anal.  1,  G.=2-817,  grayish-white,  in  graphic  granite;  2,  Gr.  =  2-831.  s Over-white,  with  black 
tourmaline;  4,  5,  with  topaz  and  fluorite  ;  6,  G.  =  2-76,  colorless,  pearly,  with  cyaiiite  ;  8,  G.  =  2-793, 
gray,  silvery,  trp. ;  10,  gray,  silvery,  trp. :  14,  Gr.  =  2-817,  white;  15,  white,  pseud,  after  andalus- 
ite;  16,  18,  Gr.  =  3-123,  in  hexag.  scales,  from  granite,  opt.  char,  not  given;  19,  G.  =  2-^02.  in 
coars%  grouped  masses  of  intersecting  lamiuiB;  20,  G.  =  2-S5;  28.  G.  =  2-86;  2i:»,  G.  =  2  867, 
green,  pseud,  after  orthoclase;  :-!0,  pseud,  after  orthoclase;  31,  G-.  =  2-833,  silvery  white,  iril, 
Ca  0  removed,  pseud,  after  scapolite. 

The  rose-colored  micas  of  Goshen,  Mass.,  aflbrded  MaUet  (Am.  J.  Sci.,  II.  xxiii.  I80)  K  9-08, 
Na  0-99,  Li  0-64. 

A  greenish-black  mica,  constituting  a  micaceous  schist  or  rock  in  Derby,  Yt. — the  so-called 
Adam6-iie  of  Shepard— consists,  according  to  G.  J.  Brush  (Am.  J.  Sci,  II.  xxxiv.  216),  Si  47-7f), 
Al  and  Fe  36-29,  Oa  o-24,  Mg  185,  alkalies  (by  loss)  8-7  7,  ign.  5-09,  and  has  all  the  ordinary  char- 
acters of  common  mica. 

Thomson  gives  for  the  composition  of  a  mica  reported  to  come  from  Orange  Co..  N.  Y.  (Min.,  i. 
360)  Si  49-08,  Al  23-67,  Fe  7-31,  K  15-29,  Ca  6-13,  Li  0-u6  =  101-89.  Little  reliance  can  be  placed 
on  the  analysis. 

A  schist,  formerly  called  ialcose  schist,  from  ZiUerthal  in  Tyrol,  and  named  didymite  by  S*^^" 
liiiutl  (Ann.  Cli.  Pharm.,  1843,  J.  pr.  Ch,,  Ixxvi.  136,  not  didrimde,  as  sometimes  written  ^ 
muscovite  in  its  composition.    It  is  feeble  pearly,  and  gravish- white  in  color;  H,=  r5— z, 
2-75.    Schafhautl  obtained  Si  40-69,  Al  18-15,  3Pe  5  25,  Xa  1-23.  K  11-16,  H  0-60,  Ca  C  22-74= 
99-82.    It  has  also  been  called  ampliilogite.    Probably  only  a  mica  schist. 

A  variety  of  muscovite  (1)  composed  of  scales  arranged  in  plumose  forms  is  co^iedi  plumose  mica  ; 
and  another  (2)  having  a  diagoual  cleavage,  cleaving  sometimes  into  thread-like  pieces,  prismatic 
mica.  An  emerald-green  variety  (3)  is  the  fucJisite  or  chrome-mica,  containing  sometimes  nearly 
4  p.  c.  of  oxyd  of  chrome. 

Pyr.,  etc. — In  the  closed  tube  gives  water,  which  with  brazil-wood  often  reacts  for  fluorine. 
B.B.  whitens  and  fuses  on  the  thin  edges  (F.  =  o  7,  v.  Kobell)  to  a  gray  or  yeUow  glass.  With 
fluxes  gives  reactions  for  iron  and  sometimes  manganese,  rarely  chromium.  Xot  decomposed  by 
acids.    Decomposed  on  fusion  with  alkaline  carbonates. 

Obs. — Muscovite  is  the  most  common  of  the  micas.  It  is  one  of  the  constituents  of  granite, 
gneiss,  mica  schist,  and  other  related  rocks,  and  is  occasionally  met  with  in  granular  limestone, 
trachyte,  basalt,  lava  ;  and  occurs  also  disseminated  sparingly  in  many  fragmental  rocks.  Coarso 
amellar  aggregations  often  form  the  matrix  of  topaz,  tourmahue,  and  other  mineral  species  in 
granitic  veins. 

Siberia  afibrds  laminae  of  mica  sometimes  exceeding  a  yard  in  diameter ;  and  other  remarkable 
foreign  locahties  are  at  Finbo  in  Sweden,  and  Skutterud  in  Norway.  See  above  for  other  locah- 
ties.  FucJisite  or  chrome  mica  occurs  at  Greiner  in  the  ZiUerthal,  at  Passeyr  in  Tyrol,  and  on  the 
Dorfner  Alp,  as  well  as  at  Schwarzensteiu. 
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In  JV.  Hamp.,  at  Acworth,  G-rafton,  and  Alstead,  in  granite,  the  plates  at  times  a  yard  across 
and  perfectly  transparent.  In  Maine,  at  Paris ;  at  Bucklield,  in  fine  crystals ;  at  Unity,  of  a  green 
color,  on  the  estate  of  James  Neal  (Thomson's  nacrite,  wrongly  referred  to  Brunswick).  In  Mcuis .  at 
Chesterfield,  with  tourmaline  and  albite  ;  at  Barre  and  South  Royalston,  in  two  locahties,  with  beryl; 
at  Mendon  and  Brimfield ;  at  Cliester,  Hampden  Co.,  faint  greenish ;  at  Goshen,  rose- red  (sometimes 
misnamed  lepidolite) ;  prismatic  mica,  at  Russell.  In  Conn.,  at  Monroe,  of  a  dusky-browm  color, 
having  internal  hexagonal  bands  of  a  darker  shade ;  at  Trumbull,  at  the  topaz  vein  in  coarse 
radiated  aggregations  (called  margarodiie) ;  at  Litchfield,  with  cyanite,  colorless  and  pearly 
(margarodite),  (t.  =  2-7  6;  in  brown  hexagonal  crystal  at  the  Middletown  feldspm-  quarry;  at 
Haddam,  pale  brownish,  with  columbite,  and  also  similar  at  another  locality  with  garnets.  In 
N.  Fork,  6  m.  S.E.  of  Warwick,  crystals  and  plates  sometimes  a  foot  in  diameter,  in  a  vein  of 
feldspar;  a  mile  N.'W.  of  Edenville,  in  six  sided  and  rhombic  prisms;  silvery,  near  Eden- 
ville ;  in  St.  Lawrence  Co.,  8  m.  from  Potsdam,  on  the  road  to  Pierrepont,  in  plates  7  in.  across ; 
town  of  Edwards,  in  large  prisms,  six-sided  or  rhombic;  Greenfield,  near  Saratoga,  in  reddish- 
brown  crystals  with  clirysoberyl;  on  the  Croton  aqueduct,  near  Yonkers,  in  rhombic  prisms  with 
a  transverse  cleavage.  In  Penn.,  in  fine  hexagonal  crystals  of  a  dark  brown  color  at  Pennsbury, 
near  Pennsville,  Chester  Co  ;  at  Unionville,  whitish ;  Delaware  Co.,  at  Middletown,  smoky  brown 
with  hexagonal  internal  bands,  which  are  due  to  magnetite  (see  p.  150) ;  at  Chesnut  Hill,  near  the 
Wissahiccon,  a  green  variety  ;  at  LeiperviUe,  Delaware  Co.,  faint  greenish.  In  K  Jersey,  in  crystals 
at  Newton  and  Franklin.  In  Maryland,  at  Jones's  Fahs,  a  mile  and  three-quarters  from  Balti- 
more ;  the  plates  show  by  transmitted  light  a  series  of  concentric  hexagons,  the  sides  of  which 
are  parallel  with  the  sides  of  a  hexagonal  prism. 

Marignac  obtained  OA  4= 94'  5o',  and  0 /\  2  —  98°  30'  (fig.  286);  0  A  1  r=  107°  5',  from  a  Yesu- 
vian  crystal.  Kokscharof  Oa1  =  ]()6°  53'  3i)",  Yesuvian  crystal;  Zepharovich  107"  3'  for  the 
same  angle,  and  116°  18'  for  Oa|-i  (Ber.  Ak.  AVien,  hv.  286). 

The  following  table  contains  the  optic-axial  angle,  as  measured  in  the  air,  for  various  musco- 
vites: 

1.  American;  as  measured  by  B.  Silhman  in  1850  (1.  c). 


9. 
10. 
11. 
12. 
13. 

14. 
15. 
16. 
17. 
18. 
19. 

20. 
21. 
22. 
23. 
24. 
25. 
26. 
27. 
28. 
29. 
30. 
31. 
32. 


Apparent  Angle. 

New  York  Island,  4  m.  from  city,  violet-gray  56°  20' — 56°  40' 

Royalston,  Mass.,  dark  brown,  fine  crystal  57  30 

ib.  ib.  ib.  ib.       another  58 — 59 

Pennsbury,  Penn.,  smoky  brown,  striated  59 

Philadelphia,  greenish-gray,  banded  60  30 — 61 

ib.,       near  Fairmouut,  smoky  brown,  resembles  No.  4  60 — 62  30 

Oxford,  Maine,  fight  brown  62  42 — 63 

Monroe,  Conn.,  brown  with  patches  64  30 — 65  30 

Royalston,  Mass.,  violet-brown,  in  thick  plates  65 

Local.?;  greenish-gray;  in  crystals  65  30 — 66 

Falls  road,  2^  m.  from  Baltimore,  transparent  brown  65  30  —  65  40 

Near  EUicott's  MiUs,  Md.,  ib.  ib.  66  30 

"Jones  FaUs,"  near  Baltimore,  blackish-green;  symmetrically 

banded  66  15—66  30 

Greenfield,  Conn.,  greenish-yellow  66  30 — 67 

Haddam,  Conn.  (Quarry  HiU),  clear  brownish-green  67 

Grafton,  New  Hampshire,  hght  brown,  transparent  67  30 

Unionville,  Penn.,  white,  corundum  locality  67 — 67  28 

Acworth,  N.  H.,  greenish-gray,  in  granite.  67  15 — 67  30 
Grafton,  N.  H.,  another  specimen,  light  brown,  with  quartz  and 

tourmaUne  68  5—68  20 

Templeton,  Mass.,  transparent  brown  69  30 — 69  40 

Orange,  Mass.,  ib.         ib.,   beautiful  crystals  69  80 — 69  40 

AVillimantic  Falls,  Conn.,  brownish-green,  transparent  69  30 — 69  50 

Pennsbury,  Penn.,  brown  crystals ;  another  locality  69  27 — 70 

Royalston,  Mass.,  dark  brown  ;  2d  locality  69  40 — 70 

G-rafton,  N.  H.,  Ught  brown;  8d  specimen  69—69  30 

Middletown,  Conn.,  brownish,  feldspar  quarry  TO — 70  30 

Chester,  Hampden  Co.,  Mass.,  greenish-white  VO — 70  30 

Norwich,  Mass.,  greenish-yellow;  spodumene  locality  70  30 

Pennsbury,  Penn.  (3d  local),  brownish-green  TO — 70  30 

Goshen,  Mass.,  greenish-yellow,  with  spodumene  70 — 70  30 

Greenfield,  N.  Y.,  brownish  ;  chrysoberyl  locality  70  45 — 71 

Haddam,  Conn.,  brownish;  in  large  plates  70 
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S3.  Gouverneiir,  K  Y.,  brownish-white,  in  boulder 

34.  Templetou,  Mass.  (2d  spec),  transparent  brown* 

35.  LeiperviJle,  Del.  Co.,  Pa.,  faint  greenish,  pUcated 

36.  Jeflersou  Co.,  N.  Y.,  greenish;  in  a  boulder 

37.  Hebron,  Maine,  hght  brown,  transparent 

38.  Norwich,  Mass.,  yeUowish-gieen,  transparent 
3^.  Haddam,  Conn.,  lb.;  columbite  locaUty 
40  E.  Chester,  Westchester  Co.,  ISI'.  Y.,  yellowish-green  boulder 

41.  Paris,  Maine,  ib. 

42.  ib.,       ib.  ib. 

43.  Brunswick,  Maine,  whitish-brown,  silvery 

44.  Gouverneur,  N.  Y.?,  rose  color;  no  lithia 

45.  Orange,  N.  H.,  gray,  with  flattened  tourmaline,  quartz,  and  feld- 

spar 

46.  Pounal,  Maine,  nearly  colorless;  lithia?  mica 

47.  Goshen,  Mass.,  yellowish-green,  with  indicolite 

48.  ib.       ib.  ib.  ib. 

49.  Lenox,  Mass.,  rose-colored,  with  albite 

2.  Muscovites,  measured  by  Senarmont,  Graihch,  etc. 
(1)  Optical  axes  situated  in  the  plane  of  the  longer  diagonal. 


Apparent  Ajigie. 

70° 

70  15' 

70  30 — 71 

71—71  30 

71  40—71 

50 

71  45 

71  30 — 71 

45 

71  30 — 72 

72  15 — 72 

30 

72  30 

72  37—72 

50 

73—73  5 

73—74 

74  50—75 

75 

75  30—76 

75—75  30 

y. 

10. 

11. 

12. 
13. 
14. 
15. 
16. 
17. 
18. 
ly. 

20. 
21. 
22. 
23. 
24. 

25. 

26. 
27. 
2^. 
29. 
30. 
31. 
32. 
33. 
34. 
35. 
36. 
37. 
38. 


Philadelphia  ;  transparent ;  clear  olive-green 
Siberia,  in  white  quartz ;  silvery,  imperf.  transparent 
Arendal.  greenish-brown 

Zillerthal,  in  albite ;  silvery,  imperf.  transparent 
Arendal,  in  a  feldspathic  rock  ;  transparent ;  pale 

Loc.  ?;  transparent;  clear  bro^\^^ 

Warwick ;  yellowish-brown 

Couzeran?  ;  silvery,  greenish-gray,  with  concave  surface  of  cleavage 

St.  Gothard,  in  quartzose  gneiss;  hexag. ;  silvery;  clear  gray 

Schwarzenbach,  Austria,  pale  green 

Miask  ;  transparent ;  clear  olive-green 

Katherinenburg;  transparent;  clear  pale  rose 

Xertschinsk 

Rothenkopf.  Tyrol;  green 

Gloria,  near  Rio  Janeiro.  Brazil;  colorless 

Schaitansk  ;  imperfectly  transparent ;  rose-colored 

Brittany ;  transparent,  rhombic  octahedrons ;  blonde 

Kimito.  Finland ;  rhombic  octahedrons ;  transparent ;  clear  blonde 

Finland;  crystals  silvery;  grayish-green 

Aberdeen ;  transparent ;  blonde 

Josephs- Alpe,  Austria;  G.  — 2-713 

Cape  Gozaz,  Brazil ;  pinchbeck -brown 

Middletown,  Ct. ;  colorless;  G.  =  2  852 

rhombic  prisms  in  feldspar ;  transparent ;  nearly 


blonde 
Loc.   ?  ;  colorless 


but  affords  ^^^.^^^ 
{  an  outer  region 

Xulluk,  Greenland 

Presburg.  Hungary 

Kassigiengoyt,  Greenland;  green 

Kakunda,  Brazil;  pinchbeck-bro^vn 

Cam,  Bohemia;  blonde 

Minas  Geraes,  Brazil ;  pale  green 

ib.  ib. ;  pale  brown 

Horlberg.  Bavaria;  pinchbeck-l)rown 

Chesterfield,  Mass.;  G.  =  2-S27;  greenish-yeUow 

Serra  de  Conceicao,  Brazil 

Galmeikirchen,  Upper  Austria ;  gray 

Miask,  Ural;  pmchbeck-brown 

Siberia;  gray  or  colorless ;  G.  =  2'802 


Appar.  Angle. 

57  —  58 

Sen. 

57 — 58 

58 

Grailich. 

58—59 

Sen. 

58—59 

58—59 

59 

Grailich. 

60 

Sen. 

60 

61  12 

Grailich, 

62—63 

Sen. 

63—64 

65 

Grailich, 

66 

66  36 

(( 

67 

Sen. 

68 

67—68 

(( 

67—68 

(( 

68 

69  10 

Grailich. 

69  25 

70 

69—70 

Sen. 

70 

60 

(( 

70  36 

Grailicli. 

70  40 

71 

(( 

71  25 

<( 

71  40 

a 

71  50 

ii 

72  20 

(( 

72  25 

(( 

72  30—73  30 

t( 

74 

u 

74  36 

u 

75  25 

u 

75—76 

u 
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Appar.  Angle. 

39.  Cliesterfield,  Mass.,  rose                                                         75°  Grailich 

40.  Goshen  ?,  Mass.,  rose-colored               ,                                   76  10— 76  40  " 

41.  Presburg,  Hungary                                                                 76  12  " 

4  2.  Alencou  ;  hexag. ;  transparent;  grayish-blonde                            76 — 77  Sen. 

(2)  Optica,!  axes  in  the  diametral  plane  of  the  shorter  diagonal. 


43.  Saxony;  hexag.;  silvery,  clear  gray;  transp,,  macled  44 

44.  Kolliu.  Prussia ;  gray,  in  granite  50  12 

45.  Zinnwald  and  Schlaggenwald;  iu  granite.    Lepidolite?  51  50 

46.  Tyrol;  in  granite,  gray  52  12 
4  7.  Siberia;  colorless  60  30 
4S.  Piedmont;  rhombic;  silvery  reflection ;  grayish-gTcen  by  trp.  63 
4!).  St  Fereole,  nearBrive;  transparent^-  olive-green  65 
50.  Milan;  hexag.;  greenish-white;  silvery;  unctuous,  not  elastic  65 
61.  Possum.  Xorway ;  hexag.;  clear  olive-green  66 

52.  Scotland  ;  brown  ;  in  large  thick  crystals  68 

53.  Tarascon  (Ariege);  rhombic;  transparent;  colorless  •  69 

54.  Ural,  in  graphic  granite  ;  silvery  lustre ;  color  blonde  72 

55.  Uto;  rhombs:  lustre  silvery  ;  yellowish- blonde  72 — 73 


Sen. 
Grailich 


Sen. 


Ilaughton  found  for  the  mica  of  Dublin  Co.,  Ireland.  53"  8':  of  Glenmalure  67°  11';  of  Glenda- 
lough  valley.  70°  4';  of  Mt.  Leinster,  72"  18';  of  Lough  Dan,  70°. 

On  examining  different  micas  pressed  between  two  plates  of  glass,  and  subjecting  them  to 
changes  of  temperature,  Senarraont  found  no  perceptible  change  in  the  optical  axes. 

Grailich  shows  that,  with  slight  exceptions,  the  angle  increases  with  the  specilic  gravity  in  the 
mica  of  a  given  locaUty.    Thus  seven  micas  from  Presburg,  Hungary,  gave  the  following: 


Specific  gravity       2-714       2  735       2-755       2-782       2-790       2-793       2  796 
Angle  69-7         70-0         70-5         71-2         72-3         72'4  72-0 

Muscovite  was  so  named  by  the  author  in  1850,  from  Vitrum  Muscoviticum  oi:  Muscovy-glass, 
formerly  a  popular  name  of  the  mineral.    FvchsHe  was  named  after  the  chemist,  Fuchs. 

Talcite  of  Thomson  (1.  c.\  from  Wicklow,  Ireland,  is  nothing  but  margarodite,  according  to  Greg 
and  Lettsom  (Miu.,  203),  who  say  that  it  invests  crystals  of  andalusite.  Thomson,  as  his  descrip- 
tion imphes,  considered  the  andalusite  prisms  and  investing  mica  all  one  mineral — the  talcite; 
and  in  view  of  this,  the  analyses  need  not  here  be  cited  Thomson's  nacrite.  from  "  Brunswick, 
Me.,"  is  the  gTcen  mica  of  Unity,  Me. 

Alt. — Mica  at  times  becomes  hydrated,  losing  its  elasticity  and  transparency,  and  often  some 
portion  of  tlie  potash ;  and  at  the  same  time  it  may  take  up  magnesia,  lime,  or  soda  The  occur- 
rence of  water,  magnesia,  hme,  and  soda  in  some  micas,  especially  the  margarodites,  has  been 
attributed  to  incipient  alteration.    See  analyses  under  A,  1,  and  A,  2. 

These  changes  may  be  promoted  by  waters  containing  carbonates  of  these  bases.  E.  Blum 
(Jahrb.  Min.,  1865,  269)  gives  the  following  analysis  by  Dr.  Wolkenhaar  of  an  altered  mica 
(biotite  ?)  from  the  dioryte  of  Schemnitz,  which  had  lost  nearly  all  its  alumina  and  consisted 
largely  of  carbonates:  Si  33-34,  Al  3-53,  Fe  16-01,  Mn  0-89,  Mg  2-06,  Ca  21-73,  Xa  2  26,  K  0  56, 
C  20-06:=  100-44.  The  carbonic  acid  would  require  the  Ca  21-73,  and  .Mg  2-06,  with  Fe  1  22, 
making  45  p.  c.  of  carbonates.  Mica  occurs  altered  to  steatite  and  serpentine,  and  Tschermak 
mentions  cases  of  alteration  to  amphibole  and  stilpnosiderite. 


294.  LEPIDOLITE.  Yioletfarbigen  Zeolith  (fr.  Rozena)  v.  Born,  Crell's  Ann.,  ii.  196,  1791. 
Lilahth  (ib.)  v.  Born.  Schuppenstein  Germ.  Lepidolith  Klapr.,  Schrift.  Ges.  Berl,  xi.  59, 
1794,  Bergm.  J.,  ii.  80,  1792,  Beitr.,  1.  21,  279,  1795,  ii.  191.    Lepidolite  i,  208,  1794. 

Lithionghmmer  C.  Gmelin,  Gilb.  Ann.,  Ixiv.  371,  1820.  Lithia  Mica.  Lithionit  z;.  Koh.,  Taf., 
54,  1853.  Rabengiimmer,  Siderischer  Fels-Glimmer  (fr.  Altenberg),  Breith.,  Char.,  1823,  1832, 
Handb.,  404,  1841.    Zinnwaldit  Haid.,  Handb.,  521,  1845. 

OrtliorlioiTibic.    I A  1=120°.    Forms  like  those  of  muscovite.  Cleav- 
age :  basal,  liiglily  eminent.    Also  massive  scaly-granular,  coarse  or  iine. 
H.=:2'5— 4.    G. =2-84— 3.    Lustre  pearly.    Color  rose-red,  violet-gray 
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or  lilac,  yellowisli,  grayish-white,  white.  Translucent.  Optic-axial  ano-le 
70°— TS°  ;  sometimes  -15°— 6U^ 

Comp. — 0.  ratio  for  bases  aud  silica  mostly  1  :  1^;  for  R,  between  1  :  o  and  1  :  4^.  Tho 
protoxyds  (K)  include,  besides  potash,  litliia,  rubidia,  and  cajsia;  and  in  the  Zinnwald  mica, 
thallhim  has  been  detected.  Fluorine  is  present  and  the  ratio  to  oxygen  mostly  1  :  12.  as  in  the 
Eozena,  as  analyzed  by  Ramraelsborg ;  other  ratios  obtained  are:  in  the  Ural,  Chursdorf,  Utr, 
and  Rozena  micas.  1  :  20 ;  in  the  Altenberg  (^Steui),  1  :  60;  in  the  Zinnwald,  1  :  14,  1  :  1 1,  1  :  1 2 ; 
in  the  Juschakova,  I  :  ^;  in  Turner's  Altenberg,  1  :  2o.  But  there  is  much  uncertainty  con- 
nected with  ail  tlie  determinations  of  the  fluorine. 

The  0.  ratio  for  the  bases  and  silica  1  :  ll  corresponds  to  a  combination  of  1  unisilicate  to  2  of 
bisilicatc,  or  tlie  formula  (R^,  fi)-  (R^,  K)  Si^ ;  aud  also  to  simply  a  unisilicate  with  acces- 

sory silica  [11',  iii^  Si^  +  'I  6\. 

Analyses:  1,  Klaproth  (Beitr.,  i.,  ii.,  v.);  2,  Gmelin  (1.  c);  Kraloranski  (Schw.  J.,  liv.  23<i); 
4.  Raramelsberg  (5th  Suppl,  120);  5,  Regnault  (Ann.  d.  ^[.,  III.  xiii.  151);  6,  7,  Gmelin;  8, 
Turner  i^Ediub.  J.  Sci.,  iii.,  vi.  61);  9,  E^aproth  ;  10,  Lohmeyer  (Fogg.,  Ixi.  MT7);  11,  Stein  (Ramm. 
5th  Suppl.,  119);  12,  Rammelsberg  (ib.);  13-16.  Turner  (L  c);  17,  18,  Rosales  (Fogg.,  Iviii. 
154);  19,  Turner  (1.  c);  20,  Stein  (J.  pr.  Ch.,  xxviii.  295): 


Si      ^1        3Fe       Mn    Mg    Sa    Li      K     ]1  CI 


1.  Rozena      54-40  38-25  0-75   4-00  [2-5n]  =100  Kl. 

2.  "  49-06  33-61    1-40  0-41   3-59    4-18  [4-24]  0-11  ;S-40=1UOG. 

3.  "         49-08.34-01    1-08  0-41    3-58    4-]9[4-I5]      3-50  =10oKr. 

4.  Cornwall    51-70  26*76    1*29  0-24  MS  127  10-i9      7-1 2,  Oa  (i-4U,  P  0-16 

=  100-38  R. 

5.  "  52-40  26-80    M  1-50   4-85    9*14    4-18  =  98-87  R. 

6.  Chursdorf  o2-_'5  28-35   M  3-'--6      4*79    6-90    ir.  4-Sl  =  lt.O-7G  G. 

7.  Zinnwald   46*23  14'14     17-97  M  4-57   4*21    4-90  0-83    8  10=1CO-94G, 

8.  "         44-28  24-53iFel  1-33  M  1-66  4-<'9    9-47   4*88=  1(H)-J4  T. 

9.  "         47-00  20-nuFel5'5O      1-75  U'So  =98-75  Kl. 

10.  "         42-97  20-59     14-18      0-83    1-41  1*60  10  02  [0-2 •>:]») -2 1    6-35  =  y8-:;8  L. 

11.  "         48-65  17-67Fel4-57  M  1-24  U-53  0  71  2-41    8-60   8-16  =  102-54  S.  [R. 

12.  "         46-52  21 -8lFe21-48"M  1-96  0-44  0-39  1-27    9-09   7-47.  P  (i-13  =  100  G6 

13.  Uto  50-91  28-17    M  1 -08   5-67    9-50   3-90  =  99-23  T. 

14.  "  50-:s5  28-30    M  1-23    5-49    9-04    4  94  =  9'J-;i5T. 

15.  Cornwall    50-82  21-33  Fe  9-08        4-05    9-86   4-5i;  =  99-7(.  T. 

16.  "  40-06  22-90     27-06  M  1-79   2  00    4-30   2-1 6  =  10U-27  T. 

17.  Juschakova48-92  19  03    5-59    2-23  2-77  10-96    1-31  lU-44,  Ca  0-14  R. 

18.  •'         46-62  21-05    4-12   und.  und.   101  10-01,  Ca  0-i2,  rest 

und.  R. 

19.  Altenberg  40-19  22-49Fel9-7S  M  2-02  3-o6    7-49    3-80  =  98-83  T. 

20.  Juschakova47-01  20-35     14-34  M  r53   4-33    9-62  1-53  O-40    1-43  =  100-54  S. 

"6-50  Fe  0  included. 

In  a  recent  analysis  of  the  Rozena  lepidolitc,  made  since  the  discovery  of  the  metals  rubidium 
and  caesium,  Cooper  obtained  (Fogg.,  cxiiL  343) : 

Si      ^1      3Fe     Mg     Ca     Sb  Li     LiF    XaF    KF  fi 

50-32    28-54    0-73    0-51    1  01    0-24     tr.     0-70    0-99    1  77    12-06    3-12  =  99  99 

The  proportion  of  fluorine  was  determined  bv  the  loss.  Reckoning  the  fluorine  as  oxygen,  the 
0.  ratio  for  R.  R,  Si  is  1  :  4-25  :  8-43.  0.  D.  Allen  (  Am.  J.  Sci.,  II.  xxxiv.  369)  found  in  the  He- 
bron lepidclite  ciBsium  0-3,  and  rubidium  0-14;  and  later  (p.  373)  0-3  of  rubidium  nearly. 

Rammelsberg's  analysis  of  the  Zinnwald  lepidolite  (anal.  12)  gave  him  the  0.  ratio  1-15:  3:  h-L', 
or  nearly  1:3:6;  and  that  of  the  Rozena  (anal.  4)  1:4-4:  9-13.  or  approximately  1  :  4i :  9.  but 
for  wMch  he  proposes  1  :  4^ :  7^,  since  the  specimen  he  analj'zed  contained  free  quartz  in  visible 
grains,  and  his  silica  might  consequently  have  been  too  high  [the  ratio  1  :  U  betweeu  the  bases 
and  silica  would  requu-e  1  :  4|:  Si].  From  Rosales's  analysis  of  the  Juschakova  (anal.  17),  he 
deduces  the  ratio  1  :  2-8 :  6-4,  or  approximately,  as  he  observes,  1:3:6. 

Anal.  11  is  cited  by  Breithaupt  for  his  rabenglimmer ;  G.=3-146— 3-190 ;  color  greenish-black 
to  dark  green. 

The  Zinnwald  mica  has  been  called  zinnKoLdite. 
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OXTGEX  COMPOrNDS. 


More  chemical  investigations  are  required  before  the  species  lepidoh'te  can  be  correctly  sub- 
divided or  comprehended.    I'hysically  it  is  hardly  distinct  from  muscovite. 

Pyr.,  etc. — In  the  closed  tube  gives  water  and  reactiou  for  fluorine.  B.B.  fuses  with  intumes. 
cence  at  2  —  'l'6  to  a  white  or  grayish  glass,  sometimes  magnetic,  coloring  the  flame  purplish-red 
at  the  moment  of  fusion  (lithia).  With  the  fluxes  some  varieties  give  reactions  for  iron  and  man- 
ganese. Attacked  but  not  completely  decomposed  by  acids.  After  fusion,  gelatinizes  with  mu- 
riatic acid. 

Obs.— Occurs  in  granite  and  gneiss,  especially  in  granitic  veins,  and  is  associated  sometimes 
with  cassiterite,  red,  green,  or  black  tourmaline,  amblygonite,  etc.  Found  near  Uto  in  Sweden; 
grapsh- white  at  Zinnwald  in  Bohemia ;  at  Altenberg,  Clnirsdorf,  and  Penig  in  Saxony ;  Juschakova 
in  the  Ural;  lilac  or  reddish-violet  at  Rozena  in  Moravia ;  near  Chanteloube,  Dept.  Haute  Yienne, 
France;  at  Campo  on  Elba;  brown  at  St.  Michael's  Mount  in  Cornwall;  Argyll  in  Scotland; 
Tyrone  in  Ireland. 

In  the  United  States,  a  granular  and  a  broad  foliated  variety  at  Paris,  and  also  at  Hebron,  Me., 
with  red  tourmaline  and  amblygonite ;  granular  near  Middletown,  Conn.  The  rose  mica  of 
Goshen,  Mass.,  is  muscovite. 

The  optical  axes  lie  in  the  plane  of  the  longer  diagonal  in  the  foUowing  lepidolites ;  the  angles 
of  divergence  observed  are  as  follows  : 

Paris,  Me. ;  whitish-green;  with  green  tourmahne  74° — 74°  30' Silliman. 

"         rose-colored  74  Grailich. 

Siberia  75  40 

Rozena,  Moravia  76  " 

Penig,  Saxony  76  30  " 

A  "lepidolite"  from  Bournon's  collection  gave  Senarmont  55°;  and  a  Zinnwald  mica,  silvery 
or  greenish-blonde,  46""— 47°.  Grailich  made  the  angle  of  mica  from  Zinnwald  and  Schlaggen- 
wald  51°  10'.  Each  of  these  varieties,  giving  comparatively  small  angles,  have  the  plane  of  the 
axes  brarjiydiagonal ;  and  the  small  angle  may  arise  from  an  interlamination  of  a  brachydiagonal 
kind  with  a  macrodiagonal. 

Named  lepidolite  from  Acrts,  scale,  after  the  earlier  German  name  Schuppensiein,  alluding  to  the 
scaly  structure  of  the  massive  variety  of  Rozena. 

295 A.  Snarumite  Breilh.  (B.  H,  Ztg.,  xxiv.  364,  18i>5).  A  mica-like  cleavage  in  one  direction, 
and  another  transverse  imperfect.  Occurs  massive  and  in  tufts  columnar  in  structure,  with 
H.=4— 5-5,  the  least  on  cleavage-surface;  G.  =  2'826;  lustre  on  cleavage-face  pearly,  elsewhere 
vitreous;  color  mostly  reddish-white,  colorless,  grayish-white.  It  is,  according  to  Richter  (I.  c), 
a  silicate  of  alumina,  lithia,  soda,  and  potash.  Comes  from  the  shore  of  the  Snarum-Elf,  near 
^'narum,  in  Norway. 

295.  CRYOPHYLLITE.    /.  P.  Cooke,  Am.  J.  Sci.,  II  xliii.  217,  1867. 

Ortliorliombic.  /A /=120°.  In  six-sided  prisms.  Cleavage:  basal 
highly  eminent,  as  in  the  Mica  group.  Twins  :  composition-face  i-i.  Also 
massive,  an  aggregate  of  scales. 

H.— 2— 2*5.  G-.=2-909.  Lustre  of  cleavage-fece  bright  pearlj  inclin- 
ing to  resinous.  Color  by  transmitted  light  dull  emerald-green,  transverse 
to  axis  brownish-red.  Streak  grayish,  slightly  greenish.  Thin  folia  tough 
and  elastic.  Optic-axial  angle  55°  to  60°  ;  plane  of  axes  brachydiagonal ; 
Cooke. 

^,  Comp.—O.. ratio  for  R,  If,  Si=3  :  4  :  14;  for  R+fi,  Si,  1:2;  whence  the  formula  (f  R^+i  S) 
Si^,  in  which  R=protoxyd  of  iron,  potash,  and  lithia,  with  a  trace  of  soda,  rubidia,  and  csesia. 
But  if  the  micas  are  unisilicate  in  type,  the  formula  may  be  (f-R^-hf  fi)'^  Si^-i-3  Si;  or  else,  with 
half  the  excess  of  sihca  basic.    Analysis:  Cooke  (1.  c.) : 

Si        ^1      3Fe    Mn     Fe     Mc      K      Li     Na.  Rb  SiF^ 
(§)  51-49    16-77    1-97    0-34    7-98    0-76    13'15    4-06       tr.       3-42  =  99-94. 

Pyr.,  etc. — In  the  flame  of  a  candle  fuses  easily ;  and  B.B,,  with  some  intumescence  to  a  gray 
ish  enamel  (F.  =  r5  — 2),  giving  the  flame  a  hthia  reaction.  In  flue  powder  decomposed  by  the 
dilute  mineral  acids,  the  silica  separating  as  a  powder.  The  fluorine  is  not  expelled  even  at  a  re(3 
heat. 

Obs. — Occurs  W  the  granite  of  Cape  Ann,  with  danalite  and  lepidomelane  (annite). 


UNISILICATES. 


317 


SCAPOLITE  GROUP. 


A  list  of  the  species  of  the  Scapolite  group,  with  their  oxygen  ratios 
and  formiihis,  and  the  ratios  of  the  noii-alk;dine  to  the  alkaline  protoxyd 
bases,  is  given  on  ])age  252.  Although  the  oxygen  ratios  vary  from 
1:1:2,  1:2:3,  1:3:4,  to  1:2:1:  and  1  :  2  :  6|-,  the  species  are' closely 
alike  in  the  square-prismatic  foi-ms  of  their  crystals,  in  the  small  number 
and  the  kinds  of  occurring  planes,  and  in  the  angles.  The  variation  in  the 
basal  angle  of  the  fundamental  octahedron  (1  :  1)  for  the  species  of  the 
group  is  less  than  -10',  the  extremes  being  61:°  13'  (sarcolite)  and  63°  40' 
(meionite).  The  species  are  white  or  grayish-white  in  color,  except 
when  impure,  and  then  rarely  of  dark  color;  the  hardness  5  —  6*5;  G.— 
2*5 — 2'8  (2*932?  in  sarcolite).  The  alkali  present,  when  any,  is  soda, 
^\'ith  only  traces  of  potash. 

Meiouite  was  the  first  species  of  the  Scapolite  group  distinctly  recognized.  It  is,  however, 
probable  that  scapolite  was  included  with  lamellar  pjToxene  under  the  name  of  White  Schorl- 
S2)ar  (Skurlspat)  by  Cronstedt,  who  mentions  Pargas,  in  Finland,  as  one  of  its  localities.  The 
names  Werneriie  and  Scapolite  were  both  introduced  by  d'Andrada  (of  Portugal)  in  the  same 
article  (Seherer's  J.,  iv.  35,  38,  1800),  and  applied  to  specimens  from  the  same  region  in  Norway. 
Wernerite  is  the  Jirst  of  the  two  in  the  article.  Hauy  used  the  names  Wernerite  and  Scapolite 
(supposing  the  species  distinct)  in  his  Traite  of  1801.  But  in  his  Mineralogical  Course  for  1804 
or  1805  arbitrarily  set  aside  the  latter  for  Paranihine.  Mouteiro,  a  friend  of  d'Andrada,  and 
speaking  in  his  behalf,  protested  in  1809  (J,  de  Phys.,  Ixviii.  177)  against  the  change,  and  after 
aro'uing  that  wernerite  and  scapolite  were  identical,  both  on  chemical  and  crystallographic  grounds, 
urged  the  adoption  of  the  name  Wernerite  for  the  species.  In  the  following  pages  the  name 
Scapolite  is  retained  for  the  group,  so  that  the  minerals  may  all  be  called  scapolites^  as  those  of 
the  feldspar  group  are  called  feldspars,  and  those  of  the  mica  and  chlorite  groups,  respectively 
micas  and  clilorites;  and  the  name  Wernerite  is  applied  to  the  most  prominent  division  of  the  old 
species.  This  course  meets  satisfactorily  the  question  of  priority,  and  also  the  convenience  of  the 
science. 


296.  SARCOLITE.  SarcoHte  Dr.  Tliompson  (of  Naples),  1807.  [Not  Sarcolite  duVicentin(= 
Gmelinite)  Faujas,  Vauq.,  Ann.  d.  Mus.,  ix.  249,  1807,  xi.  42.]  Analcime  carnea  Mont.  &  Gov., 
Miu.  Vesuv.,  1825. 


Tetragonal;  0  M-i=166°  6' ;  a=0'USD,  Ob- 
served planes  as  in  the  annexed  figure ;  hemihedral 


in  the  planes  2-3,  only  the  alternate  occurring;.  0  /\2 
=128°  33^  2  A  2,  pjT.,  132°  52,  O  A  4=157°  19^ 
/A  2  '  ' 


141°  2r 


'5 

I A  6  =  104° 


52f 


1  A  1  (not 


cnrring  planes),  bas.,  =  64°  13^    Crystals  small. 

ll.  =  6.  G.rr:2-545,  Brooke;  2-932,  Eammels 
berg.  Lustre  vitreous.  Color  flesh-red  to  rose-red 
reddish-white.  Transparent  to  subtransparent.  Ex 
tremely  brittle. 

_  Comp.— 0.  ratio  for  R,     gi=l :  1:2;  (^(,a  Ca  -l-  h  Xa)^+iXl)^ 
Si^=Sihca  39*7,  alumina  22-8,  lime  33-4,  soda  4-1  =  100.    Analyses  :  1,  Scacchi  (Quadr 
graphici,  Naples,  66,  1842);  2,  Rammelsberg  (Pogg.,  cix.  570): 
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1.  gi  42-11        24-50    Ca3-2-43    Xa  2-93  =  1 01-9Y  Scacchi. 

2.  (I)     40-51        21-54        32-36         3-30,  K  1-20=^98-91  Ramm. 

corresponding  nearly  to  the  composition  of  idocrase. 

Pyr.,  etc. — B.B.  fuses  to  a  -white  enamel.    With  acids  gelatinizes. 
Obs. — Of  rare  occurrence  at  Mt.  Somma. 

Named  from  aaoi,  fleshy  and  At0.;s,  stone^  in  alhision  to  the  color. 

The  crystallization  was  first  correctly  ascertained  by  Brooke  (Ed.  J.  Sci.,  i.  189,  1824).  Haiij 
had  pronounced  it  cubic  (Tr.,  iii.  18-^2).  Kokscharof  found  OA  2  =  128^  38',  and  OA  2-^■=lo8  30' 
(Miu.  Russl.,  ii.  110).  Rammelsberg  gives  (I.e.)  OA  2  =  128°  45',  and  0  A  2-i=  138°  27'.  The 
above  figure  is  from  Hessenberg  (Min.  Not.,  No.  L).  The  plane  usuaUy  made  1  is  here  made  2, 
in  ortler  tliat  the  lettering  of  the  crystals  may  correspond  with  that  of  the  crystals  of  other  species 
of  the  Scapohte  group. 


297  MEIONITE,    Hyacinte  blanche  de  la  Somma  de  Lisle,  Crist.,  ii.  289,  290,  PI.  iv.  f.  118, 

1783.    Meionite  H.,  Tr.,  ii.  1801. 


Tetrao;onal :    0  f\l- 


156°  18^  a=r0-139.  Observed 


j^lanes  :  0  ;  vertical,  /,  i-i^  ^'-3,  ^-2  ;  pyramids,  1, 1-i  ;  zircon- 
oids,  1-3,  3-3 ;  sometimes  liemihedral  in  the  planes  3-3,  the 
alternate  being  wanting.  0  A  1  =  148°  10',  1  A  1,  pyr.,  =  136° 
11',  basal  63°  10'.  Cleavage :  i-i  and  /  rather  perfect,  but 
often  interrupted. 

H.=5'5-6.  G.=2-6-2-T4;  2-731- 2-737,  fr.  Somma,  v. 
Kath.  Lustre  vitreous.  Colorless  to  white.  Transparent  to 
translucent;  often  much  cracked  within. 

Comp.-O.  ratio  for  E,  if,  Si=l  :2  :3;  (i  (|£^  Oa+f,  Na)'+f  ^l)^Si^=Sihca 
41-6,  alumina  31-7,  hme  24-1,  soda  2-6=100.    Analyses:  I,  L.  G-melin  (Schw. 
J.,  XXV.  36,  XXXV.  348);  2,  Stromeyer  (Unters.,  378):  3,  Wolfi"(Do  Comp.  Eke- 
berg.,  etc.,  Ramm.,  2d  Suppl.,  133) ;  4,  v.  Rath  (De  Comp.  Wern.,  Pogg.,  xc.  87) ;  5,  Damour  (L'ln- 
stitut,  1862,  21): 


Si  ^1  Fe 

1.  Somma  40-8  30-6  1-0 

2.  40-53  32-73   

3.  "      42  07  31-71   

4.  "      42-55  30-89  0-41 

5.  "      41-80  30-40   


Mg    Ca  Na  K 

  22-1  2-4   ,  C  and  ign.  3-1  =  100  Gmelin. 

  24-24     1-81       Fe  0-18  =  99-50  Stromeyer. 

  22-43  0-45  0-31.  ign.  0-31=97-29  WolflT. 

0-83  21-41  1-25  0-93,    "   0"  1 9  =  98-46  Rath. 

0-46  19-00  2-51  0-86,    "   3-17,  gangue  0-46=98-66  Dam. 


An  opaque  meionite  examined  by  Gmelin  having  G.  =  2-05,  lost  1-6  by  ignition,  and  afforded  some 
carbonic  acid,  it  containing  carbonate  of  lime. 

Pyr.,  etc. — B.B.  fuses  with  intumescence  at  3  to  a  white  blebby  glass.  Decomposed  by  acid 
without  gelatinizing  (v.  Rath).  Gmelin  states  it  to  be  fusible  with  dhficulty  on  the  edges,  and 
both  Gmelin  and  v.  KobeU  state  that  it  gelatinizes  with  muriatic  acid.  An  examination  of  a  speci- 
men received  from  Scacchi  fully  confirms  vom  Rath's  conclusions. 

Obs. — Occurs  in  small  crystals  in  geodes,  usually  in  limestone  blocks,  on  Monte  Somma,  near 
Naples. 

Rammelsberg  obtained  (Pogg.,  xciv.  434)  for  1  A  1,  basal,  63°  48' ;  over  summit,  116°  12' ;  1  A  1, 
pyr.,  =  13G'  12';  the  former  gives  OA  1  =  148°  6',  and  1  A  1,  pyr.,  136°  8'.  Kokscharof  found 
lAl,  pyr..  =  136°  10'— 136''  11|'  (Min.  Russl.,  ii.  1(^5);  Scacchi,  136"  11'  (1.  c);  vom  Rath,  for 
crystals  from  L.  Laach,  135°  58|  (Pogg.,  cxix.  262),  giving  a=0-442. 

Named  by  Haiiy  from  /^ti'wf,  less,  the  pyramid  being  less  acute  than  in  idocrase. 


298.  PARANTHITE.  Paranthine  pt.  Skapolit,  Scapolit,  pt.  Wernerit  pt.  Skapolit  (fr. 
Storgord  in  Pargas)  N.  Nbrdenskidld,  Schw.  J.,  xxxi.  417,  1821;  id.  (fr.  Tunaberg)  Walmstedi^ 
His.  Min.  Geog.  ueb.  Wohler,  98,  1826. 
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Tetraj^onal.  Forms  like  tliose  of  wernerite  ;  difference  in  angle,  if  any, 
iindetennined.  Observed  planes:  prismatic,  /,  octahedral,  1,  l-^; 
zirconoid,  3-3,  Nord.  Fig.  288,  excepting  the  planes  ^'-2  wanting  (form 
observed  at  Ersbv).    Cleavage  lateral.    Also  massive. 

II.  =  5-5.  G.  =  2-T36,  Pargas,  ]S"ordenski6ld ;  2-8i9,  Tunaberg,  Walm- 
stedt.  Lnstre  between  pearly  and  vitreous  ;  outer  surface  sometimes  a 
little  waxy.  Color  white,  grayish-white,  gray,  pale  grayish-green,  sea- 
green,  approaching  celandine-green.  Translucent. 

Comp.— 0.  ratio  for  R,  R,  Si=rl  :  3  :  4;  (i  Ca='+f  ^1)'  Si'=SUica  43*0,  alumina  36-9,  lime 
20-1  =  1110. 

Analyses :  1-3,  K  Nordenskiold  (1.  c.) ;  4,  Walmstedt  (1.  c.) ;  5,  Wolflf  (Comp.  Ekeberg.  Diss. 
Berolini,  1843): 


Si 

^1 

3Fe 

Mg 

Ca 

Xa 

K 

1.  Ersby,  trl.  cryst 

43-83 

35-43 

18-96 

1-03  =  99-25  Xord. 

2.      "  cryst. 

43-00 

34-48 

\^-u 

1 -6' 1  =  97 -52  Xord. 

8.  Storgard 

41-25 

33-58 

0-54 

20-:;  6 

3-32  = '.'9 -05  Xord. 

4.  Tunaberg,  cryst. 

43-83 

35-28 

0-68 

19-;!  7 

 =99n(;'\Valmst. 

5.  Pargas,  Ersby  ?  wli.  or  gnh. 

45-10 

32-76 

0-68 

17-S4 

0-76 

1-04=98-18  Wolff. 

6  Pargas,  gah.  cryst. 

45-46 

30-96 

17-22 

2-29 

1-31 

1-29  =  98-53  Pvatb. 

Anal.  1,  G.  =  2-736;  3,  G.=2-749;  4,  G-.  =  2-849;  5,  G.  =  2-712;  6,  G.  =  2-654. 

Anal.  1,  2,  4,  correspond  to  the  0.  ratio  1:3:4  (more  nearly  1:31:  4-3) ;  anal  3,  to  1  :  2-6  :  3-6 ; 
anal.  4,  to  1  :  3  :  4-3  ;  anal.  5,  to  1  :  3  :  4-6 ;  eacli  corresponding  very  nearly  to  the  0.  ratio  for 
bases  and  silica  1:1, 

An  Ersby  specimen  afforded  Hartwall  and  Hedberg  (Jahresb.,  iv.  155)  Si  48'77,  ^1  31-05,  Ca 
15-94,  Xa  3-25,  ign.  0-61  =  99-62;  vvliich  gives  the  0.  ratio  1-1:3:  5-3,  or  a  considerable  excess 
of  silica,  with  some  soda.    It  is  probably  the  same  mineral  with  that  of  anal  5,  altered. 

Pyr.,  etc. — The  Tunaberg  crystals  B.B.  fuse  easily  with  intumescence  to  a  globule. 

Obs. — Occurs  in  greenish  4- and  8-sided  prisms,  some  of  them  terminated,  at  Tunaberg  in 
Su'eden  ;  also  at  Ersby  and  Storgard  in  the  parish  of  Pargas,  Finland. 

An  analysis  by  Laugier  of  Paranthine  "  from  Arendal  afforded  him  (J.  de  Phys.,  Ixviii.  36, 
180,  1809)  Si  45-0,  ^cl  33-0,  Fe,  Mg  1-0,  Ca  17-6,  Xa  1-5,  K  0-5,  which  agrees  closely  wiih  the  last 
analysis  by  Wolff.  T  he  name  paranthine,  substituted  for  scapolite  (and  for  Are  tidal  specimens) 
by  Haiiy,  was  consequently  connected  in  France,  almost  as  soon  as  introduced,  with  the  above 
composition,  and  continued  so  to  be  for  nearly  20  years  afterward,  Berzelius  giving  the  formula 
Ca^  Si -I- 3  Al  Si  (and  also  the  name  paranthine)  in  hisX.  Syst.  Min.,  1819,  216.  Although  Lau- 
gier's  analysis  of  the  Arendal  scapolites  is  not  confirmed  by  later  analysts,  the  name  paranilute 
may  well  be  retained  for  this  section  of  the  Scapolite  group. 


299.  WBRNERITH.  Wernerite  (fr.  Norway)  d'Andrada.,  J.  de  Phys.,  li.  244,  1800,  Scherer'a 
J.,  iv.  35,  1800.  Scapolite  (fr.  Xorway)  d'Andrada,  ib.,  246,  and  ib.  38,  1800.  Rapidohth  Abild- 
gaard,  Ann.  Ch.,  xxsii.  195,  1800.  Wernerite,  Scapohte,  K,  Tr.,  iii.  iv.  1801.  Skapolith, 
Arcticit  [= Wernerite]  Wern.,  1803,  Ludwig's  Wern.,  ii.  210,  1804.  Paranthine  [=Scapolite  of 
Arendal]  R,  Lucas  Tabl.,  205,  1806;  H.  Comp.  Tabl,  45,  1809.  Fuscit  (fr.  Arendal)  Schu- 
macher, Yerzeichn.,  104,  1801.  Chelmsfordite  J.  F.  &  S.  L.  Dana,  Outl.  Min.  G.  Boston,  44,  lyiS. 
Nuitallite  (fr.  Bolton)  Brooke,  Ann.  Phil.,  II.  vii.  316,  1824.  Glaukohth  (fr.  L.  Baikal)  v.  Fischer, 
Sokoloff's  Bergwerks  J. ;  John.  Chem.  Unters.,  ii.  82,  1810;  Glaucolite. 

Tetragonal :  0  Al-i  =  156"  lij^ ;  a=0-4:SdS.  Observed  planes  : 
0 ;  vertical,  /,  ^-2,  i-3  ;  pyramids,  1,  3 ;  zirconoid,  3-3.  3-3 
and  ^-2  often  hemihedral,  right  or  left,  half  of  the  eight  planes  being 
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either  wariting,  or  (as  in  f.  201,  a  top  view)  much  smaller  than  the  othei 
half. 

980  9Qn 

0  A  l=rl4S°  6' 

/A  1  =  121  54 
/A^-2  =  161  34 
/A  ?*-3  =  153  26 
i-iNi-?>  =  \^\  34 
^-^A^-2  =  153  26 

1  A  1,  pyr.,  =  136  T 
1  A  1,  b'as.,  63  48 

\-i  A  1-i  pjr.,  =  146  53 


II 

Hirwensalo, 


pearly  externally, 
and  cross-fracture 


Cleavage  :  i-i  and  /  rather 
distinct,  but  inteiTupted.  Also 
massive,  granular,  or  with  a 
faint  fibrous  appearance  ;  some 
times  columnar. 
G.  =  2-63  — 2-8.     Lustre  vitreous  to 


inclining 


to  resinous  :  cleavas^e 


surface  vitreous.     Color  white, 


Finland. 


gray,  bluish,  greenish,  and  reddish,  usually  lisfht 


streak   uncolored.     Transparent — faintly  subtrans- 
lucent.    Fracture  subconchoidal.  Brittle. 

Var. — 1.  Ordinary.  In  crystals,  white  to  gray,  grayish-green,  brownish,  and  rarely,  from  im- 
purity, nearly  black.  Kokscharof  gives  for  the  angles  those  of  meionite,  namelv,  1  a  1,  pyr..=: 
136"  11',  bas.,  =  63°  42',  1-i  A  pyr.,  =  146"  57^',  bas.,=47°  26',  i-i  A  l.i=Ud''  43',  I A  1  =  121^' 
51'  (Min.  Russl.,  ii.  82).    The  prisms  are  sometimes  several  inches  thick. 

Nuiialite  (named  after  T.  Nuttal)  is  white  to  smoky  brown  scapoUte  from  Bolton,  Mass.  Chem- 
ists have  found  wide  variations  in  composition,  and  have  shown  that  it  is  sometimes  much  altered. 
The  crystals  and  massive  variety  of  Chelmsford,  Mass.,  of  gray,  greenish,  and  reddish  shades  of 
color,  has  been  caUed  Chelmsfordite. 

2.  Ma.ssive.  Glaucolde  is  of  pale  violet-bkie,  bluish,  indigo  blue,  to  greenish-gray  colors, 
sometimes  resembling  cancrinite,  but  having  the  cleavage  of  scapoHte.  It  is  from  near  R.  Sliidi- 
anka,  beyond  L.  Baikal,  Siberia,  where  it  occurs  in  veins  in  granite.  The  pink  scapolite  of  Bolton 
is  similar.    Named  from_  y\avK%,  greenish-gray  or  sea-green. 

Comp.--0.  ratio  for  R,  fi,  Si=l  :  2  :  4;  or  for  bases  and  silica  1  :  \\.  Formula  (^(Ca,  Xa)^  + 
f  Al)^Si^  +  Si;  or  else  with  half  the  exc3ss  of  silica  (Si)  basic;  =,  if  Ca  :  ]Sra=4  :  1,  Silica  48*4, 
alumina  28-5,  lime  18-1,  soda  5'()=100. 

The  above  is  the  mean  ratio;  but  the  analyses  show  variations  from  it,  as  seen  below,  due,  in 
part  at  least,  to  impurities,  alteration,  or  incorrect  determinations. 

Analyses:  1,  2,  G-.  v.  Rath  (Fogg.,  xc.  82,  288);  3,  Thomson  (Min.,  i.  273);  4,  Wolff  (Inaug. 
Diss.  Berlin.  1848,  Ramm.  Min.  Ch.,  719);  5,  Wurtz  (Am.  J.  ScL,  IL  x.  325);  6-8,  G.  v.  Rath 
(1.  c);  9,  Berg  (Jahresb ,  xxv.  356);  lo,  v.  Rath  (1.  c);  11,  Wff  (1.  c): 


gi 

^1 

3Fe 

Mg 

Ca 

Xa 

K 

fi 

1.  Bolton,  Ikh.-gn. 

44-40 

25-52 

3-79 

1  01 

20-18 

2-09 

0-51 

1-24= 

98-74  Rath. 

2. 

45-57 

23-65 

3-38 

1-23 

20-81 

2-46 

0-63 

0-78  = 

98-51  Rath. 

3.  " 

46-30 

26-48 

18-62 

3-64 

5-04  = 

100-08  Thom. 

4.      "     rdh.^  mass. 

48-79 

28-16 

0-32 

1-29 

15-02 

4-52 

0-54 

0-74= 

99-36  Wolflf. 

5.  "  Uuish, 

6.  Arendal,  ywh.-gn.  " 

47-67 

25-75 

2-26 

17-31 

7-76 

100-77  Wurtz. 

45  05 

25-31 

2-0  i 

0-30 

17-30 

6-45 

1-55 

1-24= 

99-22  Rath. 

7.  Arendal,  yivh.,  cryst. 

46-8-2 

26-12 

1-39 

0-26 

17-23 

6-88 

0-97 

0-33  = 

100  Rath. 

8.  Malsjo,  b/uishj  mass. 

47-24 

24-69 

2-18 

16-84 

3-55 

0-85 

1-75  = 

97-06  Rath. 

9.  Drothems,  violet,  " 

46-82 

26-60 

0-32 

0-55 

17-17 

4-76 

0-32 

1-60=- 

9814  Berg. 

10.  L.  Baikal,  Glaucolite 

47-49 

27-57 

1-54 

0-47 

17-16 

4-71 

0-58 

0-48  = 

100  Rath. 

11.  Laurinkari,  Finl. 

48-15 

25-38 

1-48 

0-84 

16-63 

4-91 

0-12 

0-85  = 

98-45  Wolff. 
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Anal.  1,  G.=:2-7SS,  blackish-green  crystals,  the  interior  in  part  opaque;  2,  2-748,  and  like  the 
preceding' in  color;  8,  2-709;  4,  G-.  =  2-718;  5,  G.=:2-704;  6.  G.  =  2-751  ;  7,  G.  =  2-697;  8,  Gr.= 
2-763;  9,  G.  =  2-;U?,  fiom  the  parish  of  Drothems  in  E.  Gothland;  10,  G.  =  2-666;  11,  G.  =  2-733, 
color  blackish -green  and  p:reenish-grav. 

The  oxygen  ratios  for  R,  K,  Si,  corresponding  to  the  analyses  are :  <  ,  . 


1. 

1 

2 

3-6 

5. 

1 

1-8 

3-7 

8. 

1 

1-7 

4-0 

2. 

1-2 

2 

41 

6. 

1 

1-7 

3-4 

9. 

1-1 

2-0 

40 

3. 

1 

2 

4 

7. 

1 

1-8 

3-6 

10. 

1 

2-1 

4-0 

4. 

1 

2-2 

4-3 

11. 

1-1 

2 

4-0 

The  first  two  analyses  by  v.  Rath  of  specimens  named  nutiallite,  and  attributed  to  Bolton,  are 
evidently  of  altered  crystals,  as  the  presence  of  over  3  p.  c.  of  oxyd  of  iron  indicates.  The  coloi 
stated,  '■blackish-green,"'  is  further  evidence  on  this  point  Moreover  it  is  a  very  unusual  color 
at  the  locality,  as  nuttallite  is  ordinarily  white,  grayish- white,  and  pale  smoky  brown,  the  darker 
color  occurring  sometimes  in  crystals  that  are  partly  whitish.  V.  Rath  states  that  the  mineral 
was  very  ditticultly  fusible.  Thomson's  analysis  (Xo.  3)  was  also  made  on  an  altered  specimen, 
as  it  gave  .5  p.  c.  of  water. 

_  :\Iuir,  in  an  analysis  of  nuttallite  pubhshed  by  Thomson  (Mm.,  383)  obtained  Si  37-81,  'Al  25-10, 
Pe  7*69,  Ca  18  34,  K  7'oO,  H  1-50=97-94.  The  potash  and  the  low  sihca,  as  well  as  the  iron,  in- 
dicate an  altered  specimen,  if  the  analysis  may  be  so  far  trusted  as  to  draw  a  conclusion  from  it. 
The  color  of  the  mineral  (white,  to  yellowish,  bluish,  or  greenish)  and  the  associated  minerals  on 
the  specimen  (sphene  and  green  pyroxene)  show  that  Muir  probably  had  true  nuttallite  for  in- 
vestigation. 

Wurtz's  analysis  of  the  pink  scapolite  of  Bolton  gives  more  soda  than  the  rest.  In  a  recent 
trial  (priv.  contrib.)  B.  S.  Burton  found  about  3  p.  c.  of  alkalies,  sustaining  "Wolff's  results. 

Tlie  bluish-gray  massive  variety  from  Malsjo  has  been  analyzed  also  by  Suckow  (Verwitt.  Min., 
IXS),  but  as  be  found  no  alkahes,  his  results  are  questionable,  either  on  the  ground  of  the  speci- 
men or  the  analysis.  He  obtained  Si  48-17,  ^1  28-27.  Fe  2  38,  Ca  19-04.  H  2-00-=99-86.  Suckow 
analyzed  also  a  kaohn  from  Malsjo,  a  result  of  alteration  of  the  scapolite  (see  p.  323). 

Pyr,,  etc. — B.B.  fuses  easily  with  intumescence  to  a  white  blebby  glass.  Imperfectly  decom- 
posed by  muriatic  acid. 

Ohs. — Occurs  in  metamorphic  rocks,  and  most  abundantly  in  granular  limestone  near  its  junc- 
tion with  the  associated  granitic  or  allied  rock ;  sometimes  in  beds  of  magnetite  accompanying 
limestone.  It  is  often  associated  with  light-colored  pATOxene,  amphibole,  garnet,  and  also  with 
apatite,  sphene.  zircon ;  amphibole  i.5  a  less  common  associate  than  pvroxene.  The  scapohte  of  Par- 
gas,  Finland,  is  m  limestone;  that  of  Arendal  in  Norway,  and  Malsjo  in  "Wermland,  occurs  with 
magnetite  in  limestone. 

Some  foreign  localities  of  the  mineral  are  above  indicated.  In  the  fohowing  those  of 
wernerite  and  ekebergite  are  not  yet  distinguished.  In  Vermont,  at  Marlboro',  massive. 
In  Mass.,  at  Bolton  and  Boxi^orjugh,  in  crystals,  sometimes  large;  at  Chelmsford;  Little- 
ton; Chester;  Carhsle;  Westiield,  massive;  at  Parsonsfield  and  Raymond,  near  Dr.  Swett's  house, 
crystals,  with  yeUow  garnet.  In  Conn.,  at  Monroe,  white  and  nearly  fibrous ;  a  stone  quarry  at 
Paugatuck.  Stonington,  massive.  In  K  York,  at  Two  Ponds  in  Orange  Co.,  reddish-white 
crystals  with  pyroxene,  sphene,  and  zircon,  one  crystal  10  in.  long  and  5  in  diameter:  at  Fall  Hill. 
Monroe,  of  white  and  bluish  colors,  massive,  with  lamellar  pyroxene ;  in  Warwick  of  the  same 
county,  near  Amity,  milk-white  crystals  with  pyroxene,  sphene,  and  graphite ;  5  m.  S.  of  "War- 
wick, and  2  m.  N.  of  Eleuville,  near  Greenwood  Furnace  (planes  1,  /  i-2,  i-i),  are  other  good 
localities  ;  in  Essex  Co.,  perfect  crystals  and  massive  nearly  fibrous,  white  and  greenish-white, 
abundant  near  Kirby's  graphite  mine,  4  m.  N.  E.  of  Alexandria,  in  Ticonderoga,  associated  witli 
pyroxene ;  at  Crown  Point ;  in  Lewis  Co.,  in  fine  crystals,  white,  bluish,  and  dark  gray,  present- 
ing the  play  of  light  not  unusual  with  this  variety;  edges  of  the  crystals  often  rounded.  In  X. 
Jersey,  at  Franklin  and  Xewton.  and  3  m.  W.  of  Attleboro',  crystallized,  in  limestone.  In  Citnada, 
at  G.  Calumet  Id.,  massive  lilac-colored ;  at  IIunterstoAvn,  in  large  crystals,  with  sphene ;  at 
Grenville,  with  pyroxene. 

Pisani  has  analyzed  a  scapolite  from  Brakke,  Norway,  which  gives  a  composition  between  that 
of  parantbite  and  wernerite.   He  obtained  (C.  R.,  Iv.  45u)  : 

Si  48  78    ^1  32-65     Fe  0-87     iSlg  1-15     Ca  13-32     Xa  2-59     K  0-63     H  l-00  =  101-29. 

It  had  been  called  Esraarkite. 

One  of  the  minerals  called  saussurite  by  Boulanger,  stated  to  come  from  Mt.  Genevre,  gave 
him  G.  =  2-65,  and  th»  composition  Si  44*6,  ^1  30-4,  Mg  2*5,  Ca  15-5,  Xa  7*5  (Ann.  d.  M.,  IIL 
viii.  159).  It  is  stated  to  be  greenish- white  and  compact,  and  to  occur  associated  with  a  greenish- 
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brown  smaragdite.  In  low  specific  gravity  it  is  near  scapolite.  But  we  may  suspect  that  there  is 
some  mistake  about  the  specific  gravity,  in  which  case  it  may  be  zoisite  (see  p.  290)  hke  other 
saussurite  of  the  Alps.    It  agrees  rather  nearly  with  the  latter  in  composition. 

Canaaniie,  a  grayish-white  or  bluish  white  rock  occurring  with  dolomite  in  Canaan,  Conn., 
and  referred  to  massive  scapolite  by  some  authors,  is  massive  whitish  pyroxene,  a  mineral  com- 
mo'^'^-in  crystals  in  the  dolomite  of  the  region. 

:i  so-called  g/aucolite  from  the  L.  Baikal  region,  analyzed  by  Bergemann  (Pogg.,  ix.  267)  and 
Givartovski  (Bulk  Soc.  Nat.  Moscow,  Ks4S,  54b)  differs  from  the  true  glaucolite  in  being  difiBcuitly 
fusible  (as  much  so  as  orthoclase),  and  also  in  composition,  these  analysts  obtaining : 

Si  ^1        ¥e      Mn  Ca        Na       K  H 

1.  50-58      27-60     O-H)      0  85      3-73      10-26     2*96      1-26     1-73  =  99-07  Bergemann. 

2.  50-49      28-12      0*44     0  59      2-68      ir31      S'lO      I'OO     1-7  8  =  9y51  Givartovski 

It  was  massive,  of  a  greenish-blue  color,  with  G.  =  2-721,  Berg.;  2-65,  Giv.  It  has  been  supposed 
to  be  a  feldspar. 

Alt. — As  the  altered  scapolites  that  have  been  derived  from  ekebergite  or  paranthite  have  not 
been  distinguished  from  those  derived  from  wernerite,  the  following  observations  are  made  to 
include  all: 

In  the  alteration  of  the  scapolites,  one  or  more  of  the  following  changes  occur,  as  illustrated  in 
the  following  analyses  of  different  kiads: 

1.  The  hydration  of  the  mineral. 

2.  The  loss  of  part  or  all  of  the  protoxyd  bases,  often  effected  largely  through  the  action  of 
carbonated  waters  carrying  off  the  lime  as  carbonate. 

3.  The  substitution  of  potash  for  the  soda  or  lime,  due  to  the  action  of  the  carbonates  in  solu- 
tion in  percolating  waters. 

4.  The  increase  in  the  amount  of  soda,  probably  by  the  action  of  carbonate  of  soda  or  chlorid  of 
sodium  in  solution. 

5.  The  introduction  of  oxyd  of  iron,  through  salts  of  lime  (organic,  bicarbonate,  etc.)  in 
solution, 

6.  The  substitution  of  magnesia  for  other  protoxyd  bases. 

7.  The  loss  of  silica  as  well  as  protoxyd  bases. 

By  the  substitution  of  potash,  the  mineral  passes  either  to  the  state  of  piniie  fanal.  8  to  15), 
or  to  that  of  a  potash  mica  (anal  15,  16).  By  the  acquisition  of  iron  (anah  17,  18)  it  passes  in  some 
cases  to  epidoie  (anal.  19).  By  the  introduction  of  magnesia,  it  may  pass  to  steatite;  or  of  magne- 
sia and  potash,  to  a  magnesia  mica  (anal.  20).  By  a  loss  of  bases,  the  proportion  of  silica  left 
increases  (anal  \  5,  6,  21,  2-.i,  23);  and  by  a  loss  of  silica  also  (which  may  become  opal  in  its 
separation),  the  mineral  passes  to  a  kaolin-Yike  compound,  a  common  result  of  its  alteration  (anal. 
24).  Moreover,  silica  may  remain,  and  the  altered  crystal  become  by  additions  a  siliceous  pseudo- 
morph,  as  occurs  at  Pargas. 

Analyses:  I.  Hydrous.    1,  Weibye  and  Berlin  (Pogg.,  Ixxix.  302). 

II.  Containing  carhonaie  nf  lime.  2-6,  Hermann  (J.  pr,  Ch.,  xxxiv.  177) ;  7,  Brewer  (This  Min., 
1850,  680) ;  7a,  same,  with  the  (j  removed. 

III.  Potassic  and  often  also  carbonated.  8,  v.  Eath  (Pogg.,  xc.  288) ;  8a,  same,  with  the  0 
removed;  9,  T.  S.  Hunt  (Rep.  G.  Can..  1852-53,  168,  1863,  474);  10,  Stadtmiiller  (Am.  J.  Sci.,  II. 
viii.  394);  II,  T.  S.  Hunt  (ib.,  lOS);  12,  Crossley  (This  Min.,  1850,  680);  13,  J.  D.  Whitney  (Am. 
J.  Sci.,  II.  xvi.  207);  14,  T.  S.  Hunt  (Rep.  G.  Can.,  185:^,  1863);  15,  Bischof  (Ch.  Geol..  ii.'l4:<3); 
16-19,  V.  Rath  (1.  c);  20,  Bisshof  (L  c);  21,  John  (Beud.  Min,  ii.  94,  1832);  22,  Berzelius  (Afh. 
i.  Fys.,  ii.  202);  23,  Hart  wall  &  Hedberg  (Jahresb.,  iv.  155);  24,  Suckow  (Verwitt.  Min,  138, 
184S): 


Si  i^l 

Pe 

Fe 

Mn 

Mg 

Ca 

Xa 

K 

I. 

1.  Arendal,  J^/ier.  38-00  24-10 

4-82 

0-78 

2-80 

22-64 

6-'.'5 

=  100-09  B. 

II. 

2.  S'dianka,  Strog.  43-35  30-52 

0■^r^ 

21-59 

3-74 

=  100-15  H. 

3.  Diana,  gray       47-94-  30*02 

4.  Bolton,  white  cr.  56  04  23-92 

2-60 

0-26 

14-41 

2-20 

0-78 

0  31 

=  98-47  H. 

1-14 

0-14 

0-20 

9-28 

8-66 

1-27 

=  100-65  H. 

5.      "    rdh.mass.  ol-68  29-30 

1-16 

0-15 

0-78 

13-51 

1-46 

0-.^4 

0-82 

=  99-80  H. 

6.  Gulsp,  w.  mass.  53-75  28-06 

0-34 

0-26 

9-24 

7-00 

0-55 

0-67 

=  99-87  H. 

7.  Franklin,  gnh.  iji)41"6o  28-77 

1-72 

2-02 

12-.JU 

tr. 

1-SO, 

C    4-72  = 

98-38  B 

7a.      "                49-71  "0-21 

1-81 

2-12 

12-20 

1-S9 

=  98-34  B. 

ni. 

8.  Bolton,  T/ellow     49-99  23-00 

1-64 

1-73 

3-35 

0-.-,5 

7-09 

4-23, 

Ca  C  7  -80= 

• 

99-19  R 

8a.      "                52-20  24-03 

1  71 

1-80 

8-06 

0-37 

7-40 

4-43- 

=  100-99  R. 

UHISILICA.TES. 


IV 


V. 


Si 

Perth  4G-30 
Diana  45*79 
Algtrite  49-82 
"  49-96 
"  5 -2 -09 

Wilsonite       (|)  47-60 
Areudal,  Mica  [65-8'2]' 
44-49 

"     ftrzc/v-rec?  59-74 
"     Hack  29-52 
"     Epldote  37-92 
Pargas,  Mica  4(3-75 
Gabbronite  54-00 


VI.  22.  Sjosa,  brick-red  61-50 
23.  Petteby,  Parg.  51-34 
VTI.  24.  Malsjo,  A'ao/i/i  53-3-i 


J5e 

xMg 

26-20 



3-63 

3011 

1-86 



24-91 

1-85 

1-15 

24-41 

1-48 

5-18 

18-t-.3« 



und. 

31-20 
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)  0  7  •  'J  7  ft 

U 

24-91 

4-84 

0-36 

16-20 

7-90 

4-02 

15  77 

19-14 

8-50 

19-21 

15-55 

0-25 

26-15 

15-7S 

24-00 

1-50 

25-35 

1-50 

0-75 

32-27 

1-91 

44-65 

12-88 
17-40 


1-45 


2-88  4-80  2-80  =  98-90  Hunt. 

  3-48  l-H3=l(MJ-27  Stadtm. 

ir.  10-21  7-57,  ('a  0  3-94  =  9'.i-45  H. 

  9-97  5-06.  Ca  C  4-21  =  100  l'T  G. 

tind.  und.  6  68,  CaC4-41,  Ca'-^P  8-22  \V 

0-88  9-;50  -5-43  =  99-55  Hujit. 

0-  42  5-77  0-20=100  Bisch. 

1-  116-71  3-44,  CaC  11-1 1  =  9911  R. 
4-31  4-42  ]-83  =  l()i»-57  Rath. 

0-58  0-37  10-89,  Ca  0  4-62  =  98-45  R. 

0-39  0-23  2-51  =  98-74  Rath. 

0-82  5-64  0-63  =  95-77  Bischof. 

17-25    2  00  =  100  Johu. 


3-00 
9-33 
1-17 


5-00  Mn  1-50  =  99  Berz. 

5-12    1-00=100-97  H.  &  H. 

 =99-11  Suckow. 


*  With  a  little  Fe"  O' 


Probably  too  higii. 


The  followiug  are  the  characters  of  different  altered  scapohtes,  including  those  of  which  analy- 
ses are  above  given  : 

Atheriastite  Weibye  (Pogg.,  \xxix.  302,  1850).  Anal.  1.  Like  scapolite  inform;  color  green- 
ish ;  opaque.    From  Arendal,  with  black  garnet  and  keiihauile. 

Strogaxovite  Iltrm.  (.J.  pr.  Cli..  xxxiv.  178,  1845)  (Anal.  2).  Has  the  form  of  scapolite  (Koksch. 
Min.  Rua.sl.,  iii.  !h5).  Color  yellowish  to  light  oil-green ;  lustre  greasy;  translucent;  H.  =  5  5.  G.= 
2-79.  B.B.  fnses  easily  with  intumescence.  Proai  the  Sliidianka  in  Dauria.  The  analysis  af- 
forded ti-4  p.  c.  of  carbonic  acid,  which  is  ab^ve  removed;^  this  corresponds  to  11-4  p.  c.  of  Ca  C. 

Anal.  3.  Large  gray  crystals,  containing  9'23  p.  c.  of  Oa  C;  G-.  =  2-74.  In  the  anal,  as  above 
given.  4-06  of  C  is  removed.    Occurs  at  Diana,  X.  Y,,  with  spiiene  in  calcite. 

Anal.  4.  Whita  crj'stals  with  calcite,  from  Bolton:  Kt.~1-Q>^.  In  the  anal,  as  above  given,  2-5 
p.  c.  of  C  is  removed.  Anal.  5,  reddish  massive,  from  Bolcon ;  G'.  =  2-70.  Anal.  8,  massive,  yel- 
lowish; H.r=4-5  ;  G.  =  2-787.    Contains  T'bU  p.  c.  of  Ca  C.    From  Bolton. 

Anal.  ti.  "Whitish  massive,  from  G-ulsjo;  contains  3-41  Ca  C;  G.  =  2-6y.  In  the  anal,  above,  Po 
p.  c.  of  C  removed. 

Anal.  7.  Greenish  or  yellowish-green,  cleavable,  and  partly  in  crystals,  from  Franklin.  N.  J., 
having  H.  =  3-5,  G.  =  2-Ts,  with  subresiuous  lustre ;  B.B.  very  fusible.  Contains  10-72  p.  c.  of  Ca  C. 

Anal.  9.  Greenish-gray,  waxy  in  lustre  to  pearly,  subtranslucent.  with  H.  =  5-5,  G.  =  2-640-  - 
2  667 ;  from  Perth  in  Canada.    Contains  considerable  magnesia  as  well  as  potash. 

Anal.  10.  In  grayish  crystals,  from  Diana,  associated  with  sphene.  (Xot  from  Bolton,  as  an- 
nounced ;  the  specimen  shows  by  its  character  and  the  associated  minerals  that  it  is  unquestion- 
ably from  Diana.J 

Algerite  Hunt  (Am.  J.  Sci..  II.  viii.  108,  1849)  Tanal.  11  —  13)  occurs  in  slender  square  prisms, 
sometimes  2  or  3  in,  long,  imbedded  in  calcite.  Yellowish  to  gray  and  usually  dull.  Brittle.  H. 
=3  —  0-5;  some  crystals  more  altered,  2-5.  G.  =  2-697  — 2-712,  Hunt;  2-7S,  Crossley.  From 
Franklin,  Sussex  Co.,  N.  J.  The  varying  results  of  analj^ses,  and  the  presence  of  carbonate  of 
lime,  of  magnesia,  and  the  relations  to  known  examples  of  altered  scapolite,  confirm  the  view 
derived  from  the  form  and  appearances,  that  algerite  is  an  altered  scapolite.  and  related  to 
piaite. 

Wilsonite  Hunt  (Logan's  Rep.  Can.,  1853  and  1863.  Am.  J.  Sci.,  II.  xix.  428)  (anal.  14)  is  a  mas- 
sive mineral  fro;u  Bathurst,  Cinada,  aiTordinz  square  prisms  by  cleavage,  and  having  H. 
=  3-5.  G.  =  2'T65 — 2'7T6.  lustre  vitreous,  a  little  pearly  on  cleavage  surfaces;  color  reddish-white, 
rose-red,  and  peach-blossom  red.  According  to  Chapman  (Am.  J.  Sci.,  II.  xx.  269),  its  crystalliza- 
tion and  other  characters  are  esseutiaUy  those  of  scapolite.  It  is  associated  with  apatite,  calcite, 
and  pyroxene.  The  obhqae  basal  cleavage.  me::';ioned  by  Hunt,  is,  as  stated  in  the  last  edition 
of  this  work,  p.  503,  only  r,  fracture.  Hunt  in  Eop.  G.  Can.  1863  makes  it  a  variety  of  gieseckite. 
Occurs  also  in  northern  X.  York.    See  further  under  Pixite,  p.  479. 

Terenite  of  Emmons  (Rep.  G.  X.  Y.,  1 837.  152)  has  the  form  of  scapolite.  with  H.  =  2  ;  G.  =  2-53  ; 
lustre  a  little  pearly ;  color  yeUowish-white  or  greenish ;  and  is  from  a  small  vein  in  limestone  at 
Antwerp,  X.  Y.  It  has  not  been  analyzed,  but  is  probably  near  algerite  or  wilsonite.  The 
Piiidartigeu  (pinite-like)  Scapolit  of  Schumacher  (Verz.,  98,  1801),  from  Arendal,  is  j3robably  simi 
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lar  to  the  algerite  and  other  piniie  pseudoraorphs.  It  is  described  as  occurring  in  crystals  and 
n-a?sive,  of  a  white,  greenish,  and  other  shades,  and  as  B.B.  fusing  easily.  His  Tafkartiger  Scapo- 
Hi,  from  Arendal,  appears  to  have  been  a  sieaiiiic  pseudomorijh,  it  being  B.B.  infusible. 

Mica  from  Arendal,  Norway  (Micarelle  of  Abildgaard).  Anal.  15,  16.  The  mica  occurs  im- 
bedded in  quartz,  and  has,  according  to  v.  Rath  (1.  c),  the  form  of  8-sided  crystals  of  scapohle, 
G  in.  long.  The  crystals  are  covered  with  mica  externally,  and  within  consist  throughout  of  an 
aggregation  of  the  same  mica.  The  mica  is  greenish-white,  translucent.  H.  =  2  — 8.  G.  =  2-883. 
Ox3-gen  ratio  (from  v.  Rath)  1  :  5-6  :  10'5  ;  perhaps  1:6:  10^,  giving  1  :  H  for  the  oxygen  of 
the  bases  and  silica.  The  change  from  scapolite  has  consisted  in  the  removal  of  lime,  addition  of 
3Fe,  and  substitution  of  potash  for  soda. 

Mica  from  Fargas,  anal.  20,  is  a  magnesia  mica. 

The  retZ  scapolite  of  Arendal  (anal.  17)  has  H.=  5  ;  Gr.--2;852.  Brownish  or  brick-red.  Dif- 
ficultly fusible.  Oxygen  ratio  1:2-4:  7*5.  In  the  change,  3Fe,  magnesia,  and  potash  have  been 
introduced. 

The  black  scapolite  of  Arendal  (anal.  18)  is  altered  by  a  large  addition  of  magnesia  and  iron. 
Color  grayish-black;  streak  grayish- white.  Rather  soft.  G.  =  2'8:^7.  No  cleavage.  B.B.  edges 
rounded  with  difficult)'    0.  ratio  1  :  2*1  :  2'5  :  1'6,  unless  part  of  the  iron  is  sesquioxyd. 

The  tpidoie  pseudomorph  of  the  same  locality  (anal.  19)  gives  the  oxygen  ratio  of  epidote 
1:2:3.  The  crystals  occur  imbedded  in  uralite.  Forchhammcr  has  described  other  epidote 
pseudomorphs  after  scapolite  from  Arendal,  which  are  albite  externally  and  epidote  within. 

Gabbroxite  of  Schumacher  (Terzeichn.,  1801)  is  referred  here  by  Ssemann,  who  observes  that 
there  arc,  in  the  Ecole  des  Mines  at  Paris,  crystals  of  it  of  the  form  of  scapohle  (This  Min.,  506, 
18.".4).  Schumacher  describes  it  as  bluish-gray,  inclining  to  leek-green;  also  grayish  mountain- 
green;  lustre  feeble  ;  fracture  smooth  hke  that  of  tiint;  G.  =  2'947  ;  having  some  resemblance  to 
gabbro.  The  bluish-gray  variety  from  the  Kenlig  mine  near  Arendal,  with  black  hornblende 
and  calcite,  and  the  other  from  Fredericksviirn,  Norway,  in  syenite. 

The  kuo  in  from  Malsjo,  an.-^L  24.  is  a  reddish-yeUow  clay-like  mass,  retaining  something  of  the 
crystaUiuc  form  of  scapolite  ;  G.  =  "-:'l.  The  composition  corresponds  to  1  of  alumina  to  2  of  silica. 
For  another  kaohn  see  under  Ekebergite  (Passauite). 

Steatiiic  pseudomorphs  occur  at  Newi;on,  N.  J.,  and  Arendal  in  Norway.  A  siliceous  scapolite 
of  Pargas,  of  a  gray  color,  in  limestone,  contains  92"71  p.  c.  of  silica.  Albite  \s  announced  by 
Tscherraak  as  occurring  pseudomorphous  aft3r  scapolite. 

Pseudo- Scapolite  of  N.  Nordenskiold  (Bidrag  Finl.  Min.,  66,  1820)  is  wernerite  altered  to  pyrox- 
ene. The  crystals  are  large  and  contain  crystals  of  pyroxene,  which  are  most  abundant  toward 
the  exterior ;  from  Simonsby,  near  Pargas. 

300.  EKEBERGITE.    Scapolite  (fr.  Arendal)  pt.    Wernerite  (fr.  Arendal)  pt.    [>yn.  under 
Wernebite.]    Sodait  (fr.  Hesselkulla)  Ekeberg,  Afh.,  ii.  153,  1807.    Natrolite  of  Hesselkulla 
Wollasion.    Ekebergite  Berz.,  Arsb.,  1824,  168.    Ekebergit,  Porzellanspath  (fr.  Passau)  J. 
Fuchs,  Denkschr.  Ak.  Munchen,  vii.  65,  1818,  Tasch.  Min.,  xvii.  94,  1823.    Porzellanit  v.  Kob., 
Taf.,  52,  1853.    Passauit  Naumann,  Min.,  305,  1855. 

Tetragonal.  Like  wernerite  in  form  and  cleavage.  Also  compact,  or 
finely  columnar  massive. 

H.  =  5'5  — 6.  G.  =  2'74.  Lustre  vitreous,  somewhat  pearly  or  greasy. 
Color  white,  gray,  greenish-white,  bluish,  reddish.  Trans^^arent  to  sub- 
translucent. 

Comp.— 0.  ratio  for  E,  ^,  Si=l  :  2  :  4-5;  formiila  (^(Ca,  Na)+|^l)''Si'  +  3  Si;  or  else  with 
half  the  excess  of  silica  (or  U  Si)  basic;  =,  if  Ca  :  Na=3  :  1,  Silica  51*7,  alumina  26-3,  lime  16-1, 
soda  5-9=1(10;  if  Ca  :  Na=2  :  1,  Silica  51'7,  alumina  26  .3,  hme  14*2,  soda  7  9  =  100. 

Analyses:  1.  Hermann  (J.  pr.  Ch.,  xxxiv.  177);  2.  Wolff  (Inaug.  Diss.,  Beriin,  1843.  Ramm. 
Min.  Ch.,  719):  3,  Hartwall  (Berz.  Jahresb.,  iv.  155);  4,  Wolff  (1.  c);  5,  v.  Rath  (Pogg.,  xo.  82, 
288);  6,  Wolff' (1.  c):  7,  Damour  (Llnstitut,  1862,  21);  8.  v.  Rath  (1.  c);  9,  Fuchs  (1.  c);  10,  v 
Kobell  (J.  pr.  Ch.,  i.  89);  11,  Schafhtiutl  (Ann.  Ch.  Pharm.,  xlvi.  340): 

Si      ^1      3Pe     Mg     Ca      Na     K  £[ 

1.  HesseUkulla  51  02    26-86    2-73    0-87    13  29    4*64    0-82   ,  Mn  0-26  =  100  H 

2.  "    '    gyh.-gn.  49-26    26'40    0*54    14  44    6  14    0-65    0-69  =  98-12  Wolff'. 


UNISILICATES. 


325 


3.  Parg-ns 

4.  Malsjc3,  pink,  mass. 

5.  "  white 

6.  Arendal,  yivh.-w. 


10. 
11. 


^1 

¥e 

Mo- 

Ca 

Xa 

]0[ 

49-42 

25-41 

1-40 

0-68 

15-59 

6-(j5 



1-45  =  100  riartwall. 

49-88 

27-02 

0-21 

0-85 

12-71 

7-59 

0-87 

0-77  =  99-9(1''  Wolff. 

50-04 

25-68 

1-06 

12-64 

5-89 

1-54 

2-50  =  99-35  Rath. 

50-91 

25  81 

0  75 

0-58 

13-34 

7-09 

0-85 

0-41  =  99-74  Wolff 

60-30 

25-08 

14-08 

5-98 

1-01 

3-25  =  9y-7U  Daniour. 

52-25 

23-97 

0-78 

9-86 

8-70 

1-73 

1-20  =  98-49  Rath. 

49-30 

27-90 

14-42 

5-46 

0-90  =  97-98  Fuchs. 

50-29 

27-37 

13-53 

5-92 

0-17 

 =97-30  Kobell. 

49-20 

27-30 

15-48 

4-53 

1-23 

1-20,  CI  0-92  =  99-65  S. 

*  1-35  p.  c.  of  carbonate  of  lime  removed. 


Anal.  1,  G.  =  2-80;  2,  G.  =  2-735;  4,  G.  =  2-623;  5,  G.  =  2-658;  6,  G.  =  2-712;  8,  G.  =  2-633;  9,  G. 
=  2-64. 

The  pas sauite  (Porcellanspath)  has  the  0.  ratio,  in  anaL  1,  1  :  2*4  :  4-8;  in  2,  1  :  2-4  :  4-9  ;  in  3, 
1:2-2:  4-6,  But  a  shght  change  in  tlie  bases  would  make  the  last  1:2:4-5;  and  it  is  probable 
that  the  mineral  is  an  altered  ekebergite.  Fuchs  made  the  prisms  probably  about  92",  aud  so 
also  did  Schafhautl.  But  Descloizeaux  has  found  that  it  has  but  one  optical  axis— a  negative 
one — and  this  decides  it  to  be  tetragonal  in  crjstalhzation.  Its  colors  are  white  to  yellowish, 
bluish,  and  grajish-white.    The  crystals  are  coarse,  and  irregularly  grouped  or  single. 

Pyr.,  etc. — In  the  closed  tube  yield  a  small  amount  of  water.  B.B.  whitens  and  fuses  with 
intumescence  to  a  blebby  glass.    Imperfectly  decomposed  by  muriatic  acid. 

Obs. — From  HessellkuUa  and  Malsjo  in  Sweden ;  Arendal  in  Norway ;  Pargas  in  Finland,  in 
limestone;  Gouverneur,  St.  Lawrence  Co.,  N.  Y.,  in  limestone,  with  apatite  and  sphene,  in  short 
thick  crystals  sometimes  several  inches  in  diameter. 

The  passauite  is  from  Appenzell,  near  Passau,  in  Bavaria. 

Alt, — The  passauite  is  the  source,  by  its  alteration,  of  a  large  bed  of  porcelain  earth  or  kao- 
lin. .Part  of  the  kaohn  has  the  prismatic  form  of  the  passauite.  Fuchs  found  in  one  of  his  analy- 
ses Si  45-06,  Al  32-(io,  Fe  0-90,  Ca  0-74,  H  IS'Oo,  undecomposed  mineral  2-96  =  9i^-66;  in  an- 
other Si  43-65,  Al  35-93,  Fe  I'OO,  Ca  0  83,  H  18-o0  =  99-91.  Opal  occurs  in  the  kaohn  as  one 
result  of  the  alteration. 

Paralogite  N.  NordensJc.  (Bull.  Soc.  Nat.  Moscow,  xxx.  221,  1857).  Has  the  form  and  angles 
of  scapolite  (Kokscli.  Min,  RussL,  iii.  187),  and  is  probably  altered  ekebergite.  Colors  white, 
bluish,  reddish-blue;  G.  =  2-66-3.  The  crystals,  after  action  of  acids,  are  full  of  worm-like  lioles, 
owing  to  the  separation  of  the  carbonate  of  hnie  present.  Analysis  afforded  Si  44-95,  Al  26--^9 
Mn  tr.,  Mg  1-01,  Ca  14  44_  [Xa  10-8H],  ign.  1-85  =  100.  No  potash  was  found.  B.B.  oa.^ily  fusi- 
ble. The  0.  ratio  for  R,  R,  Si  is  1  :  3  :  6 ;  but  supposing  a  loss  of  part  of  the  bases,  it  may  have 
been  originally  a  true  ekebergite.  From  the  lazulite  locahty  near  Bucharei  in  Siberia,  in  the 
L.  Baikal  region. 

301.  MIZZONITE.    Scacchi,  Pogg.,  Erganz.,  iii.  478,  1852. 

Tetrao'onal.  Closely  resembles  meionite  in  its  crystals.  01)served  planes  : 
0,  /,  f  M-2, 1.  OA  1-^=156°  6' ;  a^Q-USO  ;  1  A  1  =  135°  56'  and  64°  S', 
Scacclii ;  135°  58',  Kokscliarof.  Cleavage  as  in  meionite.  Crystals  qnite 
small.    Unknown  massive. 

H.  =  5*5  — 6.  G.=:=2'623,  v.  Eatli.  Lustre  vitreous.  Colorless  to  Avliite. 
Transparent  to  translucent. 

Comp. — 0.  ratio  for  R,  R,  Si  =  l  :  2  :  5i;  or,  for  bases  and  silica,  =  1  :  If;  formula,  (KCa.  Xa)' 
+  1  Al)-Si^+2^Si;  or  else  with  half  the  excess  of  silica  basic;  =,  if  Ca:  Na=l  :  1.  Silica  55-2, 
alumina  24-0.  lime  9-9,  soda  10-9  =  100.  The  analyses  agree  about  as  well  with  the  0.  ratio  1:2;  5.^. 

Analysis :  v.  Rath  (Pogg.,  cix.  254) : 

Si  54-70       ^1  23  80       Mg  0-22       Ca  8-77       Na  9-83       K  2-14,  ign.  0  13  =  99  59. 

Pyr.,  etc. — B.B.  fuses  easily,  but  with  less  intumescence  than  meionite.  Not  acted  upon  by 
muriatic  acid. 

Obs. — Occurs  on  Somma,  like  the  meionite,  but  is  associated  with  feldspar  instead  of  calcite 
Named  from  i^d^^ov,  greater,  the  axis  of  the  pi'isna  being  a  little  longer  than  in  meionite. 
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302.  DIPYRE.  Schorl  blanchatre  de  Manleon  (Pyrenees)  (discov'd  by  G-illet-Laumout  in  \18e\ 
Leucolite,  Delameth.,  Sciagr.,  L  289,  ii.  401,  1792.  Dipyre  H.,  Tr.,  iii.  1801.  Sehmelzstein  Weim^ 
Steff.  Orykt,  i.  411,  1811.  Couseranite  Charpeniier,  Ann.  Ch.  Phys.,  xxxLs.  280,  1828.  Cou 
zeranite.    Prehnitoid  Bloinstrand,  (Efv.  Ak.  Stockh.,  1854,  297. 

Tetragonal.  Form  and  cleavage  same  as  for  wernerite  and  meionite. 
Crystals  small  or  large,  single  or  grouped.    Sometimes  columnar. 

H.r=5  — 5'5.  G.  =  2-Gi6.  Lustre  vitreous  to  somewhat  pearly.  Color- 
less, whitish,  yellowish,  greenish,  and  sometimes  reddish ;  opaque  white. 
Transparent  to  subtranslucent. 

Dipyre  occurs  in  rather  coarse  crystals,  often  large  or  stout,  and  rarely  columnar,  in  metamor- 
phic  rocks,  while  marialiie  is  found  only  in  very  small  colorless  or  white  crystals,  in  igneous  rocks, 
and  contains  more  alkali.    Prehnitoid  is  similar  to  dipyre. 

Comp.— 0.  ratio  for  E,  Si=l :  2:6;  formula  (i(^Ca+iiS'a)='+|-Xlf  Si^+6Si=,  if  Ca  :  Xa 
=  1:1,  c?Uica  58-3,  alumiua  22-6,  hme  9-1.  soda  lO'C. 

Analyses:  1,  Yauquelin  (Haiiy's  Tr.,  iii.  1801);  2,  Delesse  (0.  R,  xviii.  994,  1844);  3,  Damour 
(L'Institut,  16,  1862);  4,  Pisani  (Descl.  Min.,  i.  227);  5,  Blomstraud  ((Efv.  Ak.  Stockh.,  1854): 

Si     ^1      Mn  Mg    Ca    Na    K  H 

1.  Dipyre  60      24    10  4        2  =  100  Vauq. 

2.  Libarens  55-5    24-8    9-0     9-4    0*7   =99-4  Delesse. 

3.  "     Pouzac     56-22  23-05    9-44    7-68  0-90  2-41  =  99  70  Damour. 

4.  "     Libarens  56-69  22-68  0  89  0-49    6-85    8*65  0'78  4  55  =  101-08  Pisani. 

5.  Prehnitoid  56-00  22-45  0-18  0-36    7-79  10-07  0-46  1*04,  Fe  1-01=99-36  Bl. 

Pyr.,  etc. — B.B.  fuses  with  intumescence  to  a  white  blebby  gla^.  Some  specimens  are  phos- 
phorescent when  heated.    Imperfectly  decomposed  by  acids. 

Obs. — From  the  region  of  the  Hautes-Pyrenees,  in  granular  limestone ;  at  Pouzac,  near  Bag- 
neres-de-Bigorre,  with  a  white  uniaxial  mica ;  near  Libarens,  about  a  mile  and  a  half  from  Mauleon, 
with  mica  or  talc;  at  the  baths  of  Aulus  in  the  Dept.  of  Ariege;  in  a  black  schist  on  the  right 
bank  of  the  Les,  near  Luzenac,  Ariege ;  in  the  vicinity  of  Loutrin,  near  Angoumer.  in  blocks  of 
granular  limestone,  with  pyrite,  sphene.  The  prehnitoid  is  from  a  locality  between  Kongsberg 
and  Solberg  in  Sweden,  with  coarsely  crystallized  hornblende ;  its  hardness  is  stated  by  Blom- 
strand  to  be  7,  and  G.  =  2-50. 

The  name  dipyre,  from  Ji?,  tioice,  and  ttvo,  fire,  aUudes  to  the  two  effects  of  heat, /w5/ow  andp7i05- 
'phoresceiice.    Prehnitoid  refers  to  a  resemblance  to  prehnite. 

Alt. — Dipyre  undergoes  very  easy  alteration,  much  easier  than  wernerite,  and  this  it  probably 
owes  to  the  large  percentage  of  soda.  At  all  the  localities  the  mineral  occurs  to  a  large  extent  in 
a  crurabUng  state.    Some  of  it  appears  to  be  changed  to  a  kind  of  greenish  leuchtenbergite. 

Couseranite  appears  to  be  the  same  mineral  in  an  altered  form.  It  occurs  in  the  same  region, 
and  the  dipyre  may  be  seen  passing  into  couseranite.  Its  square  prisms  are  usually  rough  or 
rounded  exteriorly,  and  bluish-black  or  grayish-black  to  deep  black  iu  color,  but  sometimes  whit- 
ish and  blackish  on  the  same  specimen.  It  is  often  soft  and  fragUe.  Charpentier's  mineral  came 
from  the  department  of  Ariege  (formerly  Couserans).  Analyses :  1,  Dufrenoy  (Ann.  d.  M.,  II. 
iv.  327);  2,  Pisani  (Descl.  :Min.,  i.  234): 


Si  ^1  Fe  Mg 

1.  52-37       24-02    1-40 

2.  58-33       2U-20        1-90  7*20 


Ca         Na        K  3 

11-85       3-96       5-52   =98*55  Dufr. 

0-99       0-76       8-82        2  35  =  lu0-55  Pisani. 


Pisani's  analysis  was  made  on  large  square  prisms  from  Pouzac.  It  has  the  composition  of 
agalmatolite.    Both  of  the  analyses  indicate  the  alteration  by  the  amount  of  potash  present. 

Other  localities  are  near  Bagneres-de-Bigorre ;  at  Sentenac  near  Seix,  Ariege,  in  hard  lime- 
stone.   An  orthoclase  of  the  region  has  sometimes  been  mistaken  for  couseranite. 


303.  MARIAUTE.    v.  Path,  ZS.  G.,  xviii.  635,  1866.    [Not  Marialite  of  Ryllo.] 

Tetragonal.    Closely  resembles  meionite  in  its  crystals.    Form  like  f. 


UXISILICATES. 


327 


except  that  0  is  present,  and  3-3  are  wanting.    1  A  1  =  136^  0', 
nearly. 

lI.  =  5-5  — 6.  G.  =  2'(320;  bnt,  allowing  for  impurity,  2'530.  Lustra 
vitreous.    Colorless,  or  white.    Transparent  to  translucent. 

Oomp.— 0.  ratio  for  R,  iS.  Si=l  ;  2  :  6,  like  dipyre;  but  having  the  alkalies  and  lime  in  the 
ratio  2  :  1  instead  of  1  :  1.    Formula  {\  {\  Xaf +f  ^1)^  Si^  +  3  Si^SUica  58-3,  alumina  22  3, 

Unie  6-(i,  soda  lo-4  =  I00.  Or  perhaps  ratio  1  :  2  :  64,  which  gives  sihca  H2-1,  alumina  20  2,  lime 
5-5,  soda  12-2,  agreeing  better  with  the  analysis.  Analysis:  v.  Rath  (1.  c.);  la  is  the  anaJysia 
with      removed  as  mixed  magnetite: 

gi          Al          IPe        3Ig        Ca        Xa  K 
1,      59-50       20-70        4-45       0-29       4-39       8-90       1-09  =  99-32. 
la.    62-72        21-82    0-31       4-63       9-37        1-15  =  100. 

Pyr.,  etc. — Like  those  of  mizzonite. 

Obs. — From  a  volcanic  rock  called  piperno,  occurring  at  Pianura,  near  Naples. 


304.  NEPHELITE.  Sechsseitige  weisse  durchsichtige  Schorlsauler  mit  oder  ohne  Pyramide 
an  der  Spitze.  etc  (fr.  Vesuvius  (Somma)),  J.  J.  Ftrher,  Briefe  aus  Walschland,  166.  1773;  = 
Basaltes  crystaUisatus  albus  crystallis  prismaticis  v.  5or/z,  Lithoph.,  ii.  73,  1775 ;  =Sommite 
iJelametk.,  T.  T.,  ii.  271,  1797 ;  =Xepheline  K,  Tr..  iii.  1801.  Psendo-sommite,  Pseudo-nephe- 
liue  (fr.  C.  di  Bove),  FL  Bellevue,  J.  de  Phys.,  11.  458,  1^00;  id.,  var.  of  Sommite,  Belamefh.,  I  c. 
Xefelina,  Cavohnite,  Davina,  Mont.  &  Covelli,  Min.  Yesuv.,  1825. 

Fettstein  Wern ,  1808,  Klapr.  Beitr.,  v.  176, 1810,  Stefifen's  Orykt,  i.  472,  1811.  ElaeoUth(fr.  Nor- 
way) Klapr.,  Mag.  G-es.  Fr.  Berl.,  iii.  43,  1809,  Beitr.,  v.  176,  1810.  Pierre  grasse  K,  Tab!., 
65,  228,  18(19.    Phonite  (fr.  Norway)  Descl.  Min.,  i.  289,  1863. 


Hexagonal.  6^  A  1  =  135°  55' ;  a  =  0-S39.  Observed  planes  :  0:  prisms, 
/,  z-2,  ^'-f  ;  pyramids,  f ,  |,  1,  2,  tt,  6 ;  2-2,  4-2.  Usual  forms  six-sided 
and  twelve-sided  prisms  with  plane  or  modiiied  summits.  Fig.  292,  sum- 
mit planes  of  a  crystal. 


6>  A  2  =  117°  IS' 
(9  A  1=147  9 
6>  Ai=151:°  9' 
0  A  4=10-1  2S 


7A1: 
I A  2: 

I  A  1, 
I  A  1. 


=  134  5 
=152  42 
pvr.,  =  139 


1' 


I A  2-2  =  150 


bas.,  =  .SS  11 


Also  massive. 


Cleavage  :  /  distin^-t,  0  imperfect, 
compact ;  also  thin  columnar. 

H.  =  5-5  — 6.  G.  =  2'5  — 2-65.  Lustre  vitreous- 
greasy  ;  a  little  opalescent  in  some  varieties. 
Colorless,  white,  or  yellowish  ;  also  when  massive, 
dark  green,  greenish  or  bluish-gray,  brownish  and 
brick-red.  Transparent — opaque.  Fracture  subconchoidal. 
fraction  feeble  ;  axis  negative. 


Double  re- 


Var. — 1.  G'assy,  or  Sommite.  Usually  in  small  crystals  or  grains,  with  vitreous  lustre,  first 
found  on  Mt.  Somma,  in  the  region  of  Vesuvius:  G-.  =  'j!o  '',  fr.  Vesuvius,  Scheerer;  2-G37,  ib., 
Breith.  Daryae  is  nephelite  from  Vesuvius,  with  feeble  lustre,  contaiuiug.  according  to  Rammels- 
berg,  12-14  p.  c.  of  carbonate  of  lime,  which  he  attributes  to  partial  alteration;  and  CaioUniie 
it  has  a  silicy  lustre  ovring  to  longitudinal  rifts  within. 
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Kokscharof  found  the  angle  1  A  1  =  139°  17';  whence  I A  1=134°  5'  22",  and  a=0-83892€ 
(Min.  RussL,  ii.  16it).     Breithaupt  made /A  1  =  134°  5';  Haidinger  134'  3';  Scacchi  133'^  57f. 

2.  Elaolite.  In  large  coarse  crystals,  or  massiTe,  with  a  greasy  lustre,  G.  =  2'597,  fr.  Miask, 
Breith. ;  2-65,  fr.  Arkansas,  Smith  &  Brush. 

Comp.— 0.  ratio  for  R.  K,  Si=l  :  3  :  4.V.  Formula  perhaps' (>V.  Si'+3  AP  Si3  +  3  Si-^ 
(i  R^  +  f  Alj^  Si'+f  Si.  Possibly  1  (i  S'+f  ^1)"  Si='+2  (iR'+f  Al)  gi^  making  it  a  combination 
of  a  unisilicate  and  a  bisilicate.  The  percentage  corresponding  to  either,  is,  if  Xa  ;  K=5  :  1, 
silica  4-1 '2,  alumina  33*7 ,  soda  16"9,  potasli  5-2  =  100. 

Analyses:  1,  Arfvedson  (Jahresb.,  ii.  97);  2,  3,  4,  Scheerer  (Pogg.,  xlvi.  291,  xlix.  359);  5, 
Gmelin  (Neph.  im  Dolerit,  etc.,  Heidelberg,  1822);  6,  Heidepriem  (J.  pr.  Ch.,  1.  50u);  7,  Monticelli 
&  Covelli  (Prod.  Min.  Vesuv.,  375,  and  Pogg.,  xi.  470);  8,  9,  Pammelsberg  (Pogg..  cix.  579.  and 
Min.  Ch.,  652);  10,  11,  12,  Scheerer  (Pogg.,  xlvi.  291,  xlix.  359);  13,  14,  Bromeis  (Pogg.,  xlviiU 
577);  15,  P.  V.  Pusirevsky  (Koksch.  Min.  EussL,  iii.  78);  Smith  &  Brush  (Am.  J.  Sci.,  II.  xvi. 
371);  17,  J.  P.  Kimball  (Am.  J.  ScL,  II.  xxix.  65) ;  18,  D.  M.  Balch  (Proc.  Essex  Inst.,  iv.  5)  • 


/.  Nephelite. 

Si 

^1 

¥e 

Ca 

Na 

K 

H 

1.  Vesuvius 

44-11 

33-73 

20-46 

0-62  =  98-92  Arfved. 

2.  " 

44-(i3 

33-28 

O-tk)"* 

1-77 

15-44 

4-94 

0-21  =  100-32  Scheerer. 

3. 

44-29 

33-04 

(.-39'' 

1-82 

14-93 

4-72 

0-21=99-40  ^^cheerer. 

4.  Odenwald 

4:s-70 

32-31 

1-07 

0-84 

15-83 

5-60 

1-39  =  100-74  Scheerer. 

5. 

4:-! -3  6 

33-49 

1-50 

0-90 

13-36 

7-13 

1-39  =  101-13  Gmelin. 

6.  Lobau 

4:^-50 

32-33 

1-42 

3-55 

14-13 

5-03 

0-32,  Mg  0-11  =  100-39  Held. 

7.  Davyne 
8. 

42-91 

33-28 

1  25 

2-02 

7-43 

 =96-89  M.  &  C. 

38-76 

28-10 

9-32 

15  72 

1-10 

1-96,  CI  tr.,  C  5-63  =  99-59  Ramm. 

9. 

36-81 

28-66 

lU-33 

15-85 

1-21 

1-96,  CI  tr.,  C  6-01  =100-83  R. 

JI.  ElcBoIiie. 

lo.  Fredericksv'n,  gn. 

45-31 

32-63 

0-4  5 

0-33 

15-95 

5-45 

0-60  =  100-72  Scheerer. 

11.  Brevig,  bn. 

44-59 

32-14 

0-86 

0-28 

15-67 

5-l(.' 

2-05  =  l()O-69  Scheerer. 

12.  Miask,  white 

44-30 

33-25 

0-82 

0-32 

10-02 

5-82 

 ,  Mg  0-07  =  100-60  Scheerer 

 ,  Mg  0-77  =  98-13  Brown. 

13. 

42-51 

33-73 

0-20 

14-01 

6-91 

14.  " 

42-33 

34-39 

0-47 

16-26 

5-95 

0-92,        0-45=1(10-77  BroAvn. 

15.  Marienskaja 

44-94 

30-29 

0-72 

1-15 

21-80 

1-4S 

 ,  Mg  0  15  =100-53  Pusir. 

1 6.  Magnet  Cove,  Ark. 

17.  Salem,  Mass. 

44-4^ 

30-97 

2-09 

0r)6 

15-61 

5-91 

0-95  =  100-65  S.  &  B. 

44-31 

32-80 

tr. 

0-40 

16-43 

5-50 

1-47  =  100-91  KimbaU. 

18.       "  » 

44-82 

32-69 

(1-59 

17-02 

5-09 

 =  99-71  Balch. 

With  Mn^  0^- 

In  the  last  analysis,  the  mineral,  previous  to  analysis,  had  been  dried  at  150'  C. ;  when  dried  at 
100  C,  it  afforded  1-31  p  c.  of  water.  Traces  of  muriatic  acid,  and  also  of  sulphuric,  were  detecr,- 
ed  by  Scheerer  and  Bromeis;  and  in  one  nepheline  from  Mt.  Somma  they  found  tt-22  of  the  former 
and  0-10  of  the  latter.  Other  analyses:  of  E.  fr.  Norway,  Scheerer,  Pogg.,  cxix.,  145;  N.  fr. 
Meiches  in  the  Yogelsgeb.,  A.  Knop,  Jahrb.  Min.,  1865,  686'. 

Pyr.,  etc. — B.B.  fuses  quietly  at  3-5  to  a  colorless  glass.    Gelatinizes  with  acids. 

Obs. — Xephehte  occurs  both  in  ancient  and  modern  volcanic  rocks,  and  also  metamorphic  rocks 
allied  to  granite  and  gneiss,  the  former  mostly  ir^  glassy  crystals  or  grains  (sommite),  the  latter 
massive  or  in  stout  crystals  (el.eolite).  A  doleryte  containing  much  disseminated  nepheline,  such 
as  occurs  at  Katzenbuckel,  near  Heidelberg,  has  been  called  nephelinophyre  and  ntphdindoleryte.  A- 
granite-like  rock  found  near  Miask,  in  which  elEColite  replaces  quartz,  has  bpcn  named  miciscijie, 
from  its  locality.  A  rock  composed  of  orthoclase,  el;jeolite,  and  sodalite.  from  Ditro  in  Transyl- 
vania, is  tlie  dttroyte  of  Tschermak.    The  zircon- syenite  of  ISTorway  contains  much  ela?olite. 

Xephel'te  occurs  in  crystals  in  the  older  lavas  of  Somma,  with  mica,  idocrase,  etc. ;  at  Capo  di 
Bove,  near  Rome  (the  locality  of  the  pseudo-nepheline) ;  in  the  chnk  stone  of  Katzenbuckel,  near 
Heidelberg ;  at  Hamberg  in  Hessia  ;  Aussig  in  Bohemia  ;  Lobau  in  Saxony.  Elajohte  is  founa  at 
Brevig,  Stavern,  and  Fredericksvilrn,  Norway,  imbedded  in  zircon-syenite;  in  the  llmen  Mts., 
Urals,  along  with  white  feldspar,  brown  hexagonal  mica,  zircon,  pjTochlore,  etc. ;  at  Mariens- 
kaja in  the  Tunkinsk  ilts.,  Siberia,  with  graphite,  cancriuite,  zircon.  The  crystal  measured  by 
Scacchi  was  of  tlie  variety  sommite,  or  dacyne,  occurring  at  Somma  in  a  geode  in  limestone  with 
sodalite  (Pogg.  Erganz.,  iii.  478,  1858) 

ElaeoUte  occurs  massive  and  crystallized  at  Litchfield,  Me.,  with  cancriuite ;  in  the  Ozark  Mts., 
Arkansas,  with  brookite  and  schorlomite;  in  a  boulder,  -with  sodalite,  at  Salem.  Mass. 

Named  nepheline  by  Haiiy  (1801),  from  v£:j>i\i<,  a  cloud,  in  allusion  to  its  becoming  cloudy  when 
immersed  in  strong  acid;  tloeoliie  [hy  Klaproth),  from  i'-Vm/i,  oil,  in  allusion  to  its  greasy  lustre,  the 
variety  having  been  made  a  distinct  species  earlier  by  Werner  (18o8),  under  the  German  name  of 
Ftttateiii.  The  name  sommite,  derived  from  the  Yesuvian  locality,  given  in  1797  by  Delametherie, 
has  the  priority.  But  "Werner  early  adopted  Haiiy's  name,  and  later  authors  have  all  taken  the 
same  course. 
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A  laineral  from  Norway,  of  a  jellowisli-brown  color,  called  phomie^  is  very  mucli  like  eUeolite, 
according-  to  Descloizeaux. 

Alt. — Xephelite  or  olyeolite  is  liable  to  ready  alteration,  and  usually  produces  a  zeolite,  as  tho/ii- 
sonite.  The  Ozarkite  of  Shepard,  according  to  Smith  and  Brush,  is  tliomsonite  (q.  v.(,  and  its  situa- 
tion in  cavities  in  elijeolite  shows  that  it  is  a  product  of  alteration.  The  large  amount  of  soda  in 
nephelite  compared  with  the  sihca  fits  it  especially  for  generating  zeoUtes.  Blum  attributes  berg- 
mannite  to  the  alteration  of  elajolite  (.Pogg.,  Ixxxvii.  31o,  and  cv.  13;^). 

Gie-ntch  ile  is  shown  by  Blum  to  be  a  pseudomorph  after  this  species.  It  differs  mainly  in  con 
taining  several  per  cent,  of  water.  It  occurs  in  six-sided  greenish-gTay  prisms  of  greasy  lustre, 
in  Greenland,  having  0  A  1  =  135°  nearly;  and  also  at  Diana,  in  Lewis  Co.,  X.  Y.,  with  the  same 
angles,  for  the  most  part,  although  the  results  of  measurement  vary  between  131'  and  139'.  The 
crystals  of  Diana  are  hexagonal  in  cleavage ;  yet  the  planes  of  cleavage  are  often  separated  hy 
layers  of  a  waxy  appearance,  withour  lustre  or  cleavage.  According  to  Descloizeaux.  the  material 
of  the  crystals  acts  on  polarized  hght  like  a  gum  or  coUoid.  and  is  evidently  a  result  of  alteratiou. 
Liehenertte,  from  the  valley  of  ileims,  in  the  Tyrol,  is  considered  by  Blum  a  similar  pseudomorph, 
and  Descloizeaux  sustains  this  conclusion.    See  further  Pixite,  under  Hydrous  Silicates. 

Elaeohte  has  beeu  observed  altered  also  to  mica  and  opal.  Lavym  is  regarded  as  altered 
nephelite,  due  to  the  introduction  of  carbonic  acid,  as  stated  above ;  and  cancrinUe  is  supposed 
to  have  had  the  same  origin. 

304A.  CAXCRIXITE.  G.  Rose,  Pogg.,  xlviL  7T9,  1839. 

Hexagonal,  and  in  six  and  twelve-sided  prisms,  sometimes  \vith  basal  edges  replaced ;  0  A  1= 
154°  7',  /A  4^=115'  53',  4^  A  ^=154  47';  also  thin  columnar  and  massive.  H.=:5  — 6.  G.= 
2"42  — 2-5.  Color  white,  gray,  yellow,  green,  blue,  reddish;  streak  uncolored.  Lustre  sub- 
vitreous,  or  a  little  pearly  or  greasy.    Transparent  to  translucent. 

CoiiP. — Formula  the  same  as  for  nephehne,  with  some  R  C  and  w  H,  R  of  the  silicate  to  that 
of  the  carbonate  being  mostly  as  3:1.  Rose  found  no  water.  Analyses:  1,  2,  G.  Rose  (^Pogg., 
xlvii.  77 y);  3,  Pusirevsky  (Kokscli.  Min.  RussL,  iii.  76);  4,  5,  J.  D.  Whitney  vPogg.,  Ixx.  431); 
6,  V.  Struve  (Pogg.,  xc.  6l5);  7.  Pusirevsky  (1.  c);  S,  G.  Tschermak  (Ber.  Ak.  VVien,  xliv.  134j; 
9,  Pisani  (Ann.  Ch.  Phys.,  IIL  Ixvii.;: 


Si 

^1 

Ca 

Xa 

K 

C  H 

1. 

Ilmen  Mts. 

4ir59 

28-29 

7-06 

17-38 

0-57 

6-38   =  100-27  G  Rose. 

2. 

40-2t5 

2  b  •34 

6-34 

17-66 

0-82 

6-38  =i<9-7u  G.  Ro.se. 

3. 

35-96 

29-57 

5-68 

18-53 

5-55    3-70,  Fe,:\in  0-19,  S  0-32  =  9'.»-50  P. 

4. 

Litchfield,  yellow 

3T\t2 

27-70 

3-9  L 

2(i-u8 

0-67 

5-95    2-82,  Mn,  Fe  0-86=10^«-31  ^\\\. 

5. 

"  greenish 

37-2it 

27-59 

5-26 

2U-46 

5-50 

5-92    _3-:^8,  Mm  Fe  o-27  Whitney. 

6. 

Tunkinsk  Mts. 

38-33 

4-24 

2U-37 

(C  &  Hj  b-5 1  =  11)0  Struve. 

7. 

37-72 

27-75 

3-1  I 

21-60 

5-61    4-U7  =  9U-8il  Pusirevsky. 

8. 

Ditro 

37-2 

31  r3 

5-1 

17-4 

5-2      4-u  =  99-2  Tsciiermak. 

9. 

Barkevig 

41-o2 

28-U9 

4-11 

17-15 

3-60    6-60=  1O1-07  Pisani. 

G.  =  2-448,  yellow,  fr.  Litchfield,  Me.,  Whitney;  2-461,  green,  ib. ;  2-489,  rose-red  (anal.  3).  fr. 
Tlmen  Mts,  Pusirevsky;  2-4^4,  yeUow  (anal.  7),  fr.  Tunkinsk  Mts.,  id.;  2-42,  fr.  Ditro  (anal.  8), 
Tschermak;  2-4iM.  fr.  Barkevig.  Pisani  (anal.  ^»). 

Caucriuite  is  closely  like  nephelite  in  crystalline  form,  and  it  is  probably  Identical  with  it  in 
atomic  ratio,  excepting-  the  carbonate  and  water,  which  may  be  due,  as  stated,  to  alteration. 
Davyne  is  intermediate  in  composition,  and  difiers  only  in  that  it  has  the  carbocic  acid  combined 
with  lime  alone. 

"Whitney  found  a  trace  of  chlurine  in  his  analyses.  The  red  color  of  the  Miask  cancrinite  is 
due  to  disseminated  grains  of  hematite,  according  to  Kenngott,  who  also  found  cak-ite  in  micro- 
scopic grains,  and  suggests  that  tliis  may  be  the  source  of  the  carbonic  acid  of  cancrin  te. 

Pyr  .  ETC.  — In  the  closed  tube  gives  water.  B  B.  loses  color,  and  fuses  (F.  =  2)  with  intu- 
mesccuce  to  a  white  blebby  glass,  the  very  easy  fusil)ility  distinguishing  it  readily  from  nephehte. 
Etiervescc'S  with  muriatic  acid,  and  forms  a  jelly  on  heating,  but  not  bcibre 

Obs. — Found  at  Miask  in  the  LTrals;  of  citron-yehow  color  at  the  Marienskoy  graphite  mine  in 
the  Tunkinsk  Mts .  400  versts  west  of  Irkutsk,  in  a  coarse  granite,  with  zircon,  cak-ite,  and 
magnetite;  at  Barkevig,  in  the  l;angesund-fiord,  Xorway.  wdiitish  and  pale  yellowish,  with  blue 
sodalii^e  and  bergmannite  ;  "  at  Ditro  in  Transylvania,  pale  flesh-red,  in  the  rock  called  ditroyte, 
coLsisting  of  orthoclase,  elaaolite,  and  sodalite  (anal.  S).  In  crystals  and  massive,  with  blue  soda- 
lite,  at  Litchfield,  Me. 
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Alt. — Occurs  altered  to  uatrolite  {hergmanniie) ;  the  cancrinite,  as  Sfemann  and  Pisani  observe, 
first  losing  its  translucence  aud  then  passing  to  the  fibrous  condition  and  nature  of  the  zeolite. 


305.  SODALITE.    Sodalite  (fr.  Greenland)  Thomson,  R.  Soc.  Ed.  Tr.,  v.  387,  read  Nov.  1810. 

Phih  Mag.,  xxxvi.  303,  1810. 

Isometric.  In  dodecahedrons,  f.  3  ;  also 4,  5, 10, 11, 14.  Cleavage:  dode- 
ealiedral,  more  or  less  distinct.  Twins :  hexagonal  prisms,  terminating  in 
12  phines  forming  6  prominent  triangular  ridges  of  120°,  radiating  from  the 
centre,  and  arising  from  a  combination  of  dodecahedrons.    Also  massive. 

II.  =  5-5  — 6.  G.  =  2-136-2-26,  Vesuvius  ;  2'401,  fr.  Scarrupata,  v.  Eath ; 
2-2S9,  Ural;  2-37,  Greenland;  2-294-2-314,  Salem,  Kimball.  Lustre 
vitreous,  sometimes  inclining  to  greasy.  Color  gra)%  greenish,  yellowish, 
white ;  sometimes  blue,  lavender-blue,  light  red.  Subtransparent — trans- 
lucent.   Streak  uncolored.    Fracture  conchoidal— uneven. 

Comp.— (i^V  +  f  ^l)^Si'+iNaCl=(Na''f  Si'+3XPSi^+2NaCl==Silic^  37-1,  alumina  31-7, 
soda  19'2,  sodium  4*7,  chlorine  7*3  =  100.  The  name  alludes  to  the  soda.  J.  D.  Whitney  suggests 
that  the  blue  color  may  be  owing  to  ferric  acid  present. 

Analyses:  I,  Ekeberg  (Thomson's  Ann.  Phil.,  i.  It 4);  2.  Thomson  (1.  c);  3,  Arfvedson  (Jahresb., 
ii,  97);  4,  5,  Rammelsberg  (Min.  Ch.,  7o2);  6,  v.  Rath(ZS.  G.,  xviii.  621);  7,  Hofmann  (Pogg.,  xlvii. 
377) ;  8,  V.  Bore  (Pogg.,  Ixxvili.  413);  9,  10,  "Whitney  (Pogg.,  Ixx.  431);  11,  J.  P.  KimbaU  (Am.  J. 
Sci.,  II.  xxix.  67);  12,  D.  M.  Balch  (Proc.  Essex  Inst,  Salem,  iv.  4j: 


Si 

^1 

3Fe 

Ca 

Na 

CI 

1. 

Greenland 

36-00 

32-00 

0-15 

25-00 

6-75  =  99-90  Ekeberg. 

2. 

u 

3  8 -5  2 

27-48 

1-0.) 

2-7 

2:r50 

3-uO,  ign.  2-1  =  98-30  T. 

3. 

Vesuvius 

35-99 

32-59 

56-55'* 

0-30=100-43  Arfvedson. 

4. 

36-12 

31-68 

24-37 

6-69=lnU-86  Ramm.,  G.  =  2-136. 

5. 

38-76 

34-62 

23  43 

2"o5  =  99-36  Ramm. 

6. 

Scarrupata 

31-30 

27-07 

4-03 

0-43 

16-43 

6-96,Mgu-73,  K  1-19,  Na  4-51,  ign.  3-12  = 

J  01-7  7  Rath. 

7. 

limeu  Mts. 

38-40 

32-04 

0-32 

24-47'* 

7-10=102-33  ?Iofmami. 

8. 

La  mo,  Norway 

38-^6 

30-8 -i 

1-21 

22-03 

^md^  K  0-51,  Mg  0-44=93-87  Bore. 

Litchfield,  Me. 

u  u 

37-30 

32-88^ 

23-S6 

6-97,  K  0-o9  =  10r60  Whitney. 

10. 

37-u3 

o0-93 

1-08 

25-48 

 ,  rest  undd.,  Whitney. 

11. 

Salem,  Mass. 

37-33 

32-70 

tr. 

24-31 

6-99=101-33  Kimball. 

12. 

u  u 

37-54 

32-15 

0-35 

18-94 

6-45,  Na  4-l«  =  99-6i  Balch,  G.  =  2-30. 

With  some  potash.  ^  Traces  of  Sn,  Mn,  W,  and  Mo.  With  some  Fe^  0^ 


Pyr.,  etc. — In  the  closed  tube  the  blue  varieties  become  white  and  opaque.  B.B.  fuses  with 
intumescence,  at  3-5—4,  to  a  colorless  glass.  Decomposed  by  muriatic  and  nitric  acids,  with  Bcp- 
aration  of  gelatinous  silica. 

Obs. — Occurs  in  mica  >late,  granite,  syenite,  trap,  basalt,  and  volcanic  rocks,  and  is  often  associ- 
ated With  nephelite  (or  elaeolite )  and  eudialyte.  With  sanidine4t  forms  a  sodaliie-irachyie  at  Scarru- 
pata in  Ischia,  in  which  also  occur  augite,  titanite,  and  magnetite  in  crystals. '  Found  in  West 
Greenland  in  mica  slaie,  along  with  feldspar,  arfvedsonite,  and  eudialyte;  at  Vesuvius,  on  Monie 
Soinma,  in  white,  translucent,  dodecahedral  crystals,  with  pyroxene,  mica,  aud  rarely  in  green 
dodecahedrons,  with  cubic  planes,  in  limestone  along  with  idocrase  aud  ueplieliue;  massive  and 
of  a  gray  color  imbedded  in  trap  at  the  Kaiserstulil  in  Brisgau;  also  near  Lake  Laach:  in  Sicily, 
Val  di  Noto,  with  neplielite  aud  analcite;  at  Miask,  in  the  Ural,  blue  in  the  grauite-like  rock 
called  raidscyte,  with  ekeolite  and  feldspar;  Sedlowatoi,  in  the  AYhite  Sea,  with  eudialyte;  in  nodu- 
lar masses  at  Lamoe  near  Brevig,  Xorway,  of  a  lavender-blue  color,  with  elaiolite,  wuhlerito. 
and  rarely  eudialyte. 

A  blue  variety  occurs  at  Litchfield,  Me.,  massive,  with  distinct  cleavage,  associated  with  elaso- 
liti>,  zircon,  and  cancrinite;  a  lavender-blue,  in  a  vein  in  syenite,  at  Salem,  Mass.,  violet  to  azure 
blue,  with  elyeolite,  orthoclase,  biotite,  aud  zircon. 


rXTSILICATES. 


BcrQemann  ohtained  for  a  greenish  mineral  having  G.  =  2-502,  occurring  with  eljeoh'te  at  Brevig 
in  Xonvaj  (Fogg.,  Ixxxiv.  49.'),  Si  46-08,  Al  28-97, ""Xa  21-48,  CI  7-43,  P  Q-^G,  Ccu  ¥c  ^/•.-99-77: 
it  gives  the  formula  of  anorthite  (oxygen  ratio  1  :  3  :  6J  with  an  addition  of  some  c-hlorid  of  sodi- 
um ;  but  it  may  be  only  an  impure  sodalite. 

Xamed  in  allusion  to  its  containing  soda. 

Alt. — Sodalite  occurs  altered  to  kaolm,  like  the  feldspars,  and  also  in  conditions  of  partial 
change. 

An  altered  sodalite  from  G-reenland  afforded  Eammelsberg  Si  43-20,  Al  82*54,  Ca  8-()(),  Xa  1 1*4 -3, 
CI  (r.,  H  (by  loss)  9*84,  giving  for  K,  Al,  Si,  H,  the  oxygen  ratio  1:4:6:2;  but  it  is  not  regarded 
by  this  chemist  as  a  distinct  chemical  compound. 

Trolle-Wachtmeister  found  a  Tesnvian  sodahte  to  contain  (Pogg.,  ii.  14)  Si  50-98,  Al  27-64,  Xa 
20-96,  CI  1 '26  =  100-84,  which  must  have  been  either  very  impure  or  altered. 

306.  LAPIS-LAZULI.  La-6£ip>s  Theoplir.  Sappliiros  P/m.,  xxxvii.  89.  Sapphirus  Agric., 
Foss.,  2S8.  1.j46.  Cyaneus,  Lapis  Lazuli  (Lapis  Azul  Arab.,  unde  nomen  Asuri,  aut  Lazuli),  B' 
de  Boot,  Lap.,  273,  1686.  Lapis-Lazuli,  Lazur-Sten.  Jaspis  colore  coeruleo  cuprifer,  Wall,  Min., 
97,  1747.  Lapis-Lazuli,  ou  Pierre  d'Azur.  Fr.  Td.  Wah.,  i.  186,  1758.  ZeoHtes  Bloa  (=Blue 
Zeolite],  Lapis  Lazuli,  Cronsi.,  100,  1758.  Zcolithus  cseruleus  v.  Bam.,  Lithoph.,  i.  46.  1772. 
Lasurstein  Germ.    Xative  Ultramarine.    Outremer  Fr. 

Isometric.  In  dodecahedrons,  f.  3, 4.  Cleavage  :  doder-aliedral,  imperfect. 
Commonly  massive,  compact. 

II.  =  5  — 5'5.  G.  =  2'3S  — 2*1:5.  Lustre  vitreous.  Color  rich  Berlin  or 
azure-blue,  violet-bine,  red,  green  ;  also  colorless.  Translucent— opaque. 
Fracture  uneven. 

Comp. — A  silicate  of  soda,  hme,  and  alumina,  v^-ith  a  sulphid  probably  of  iron  and  sodium. 
Analyses  :  1,  Klaproth  (Bcitr..  i.  189) ;  2,  Gmelin  iSclnv.  J.,  xiv.  3.:9) ;  3,  K'  liki  (Eauun.  Min.  Ch., 
710):  4.  Schultz  (ib.);  5,  Yarrentrapp  (Fogg.,  xlix.  515;;  6,  v.  Hauer  (Verb.  G.  Reichs.,  Is60,  86); 
7,  F.'Field(Q.  J.  Ch.  Soc,  iv.  881);  8,  Sch.iltz  (1.  c.)  : 

Si       Al    Fe     Ca      Xa     H  S 

1.  Orient     46-0    14-5    3  0    17-5    2-0    4-0.  C  Ki-O— 97-0  Klaproth. 

2.  49      11      4      16         8        ir.    2,  Ma-  2  =  92  Gmolm. 

3.  "         45-33  12-33  2  12  23-56   11-45   0-85  3-22.  CI  n-42.  S ?=:98'T8  Kohler. 

4.  43-26  20-22  4-20  14-73     8-76    5'T6.  S  8-16=  loO  Schultz. 

5.  Bucharei  45-50  31-76    tr.     3-52     9-U9  O'l  2  5-89.  Fe  irS'S.  CI  0-42,  S  0-95  =  9S-ll  Vurrentr. 

6.  Ditro       40-54  48-00  0-86    1-14  [12-54]  1-92   =100  Haucr. 

7.  Andes     66-9    2U-0    O'l    lO'l  ,  S  2-9  Field. 

8.  "         45-70  25-34  1-80    ^48   10-55    4-32,  S  8-96,  K  1-35  =  100  Schultz. 

Pyr.,  etc. — Heated  in  the  closed  tube  gives  off  some  moisture;  the  variety  from  Chili  glows 
with  a  beetle-green  ligbt,  but  the  color  of  the  mineral  remains  blue  on  cooKng.  Fuses  easily  (3) 
\vith  intumescence  to  a  white  glass.  Decomposed  hy  muriatic  acid,  with  separation  of  gelatinous 
silica  and  evolution  of  sulphuretted  hydrogen. 

Obs. — It  is  usually  ibund  in  syenite  or  crystaUine  limestones,  associated  often  with  pjTite  and 
mica  in  scales. 

Occurs  of  a  deep  blue  color  in  Siberia,  at  Bucharei.  in  limestone,  with  pyrite,  apatite,  and  glau- 
colite;  near  the  river  Talaja.  and  also  the  Bystraja.  iu  the  Lake  Baikal  region,  in  a  crystalline  lime- 
stone containing  mica,  in  syenite  ;  also  on  the  Sludiauka  in  the  same  region ;  at  Ditro  iu  Transyl- 
vania, hi  a  hornblendic  vein  in  syenite  ;  in  Persia;  China;  Thibet;  at  Bardaksehan  in  Tartary  ; 
in  the  Andes  of  Ovalle,  near  the  sources  of  the  Cazadero  and  Vias.  tributaries  of  tho  Rio  Grande, 
iu  a  granitic  rock.    On  the  banks  of  the  Indus  it  is  disseminated  in  grayish  limestone. 

The  richly  colored  varieties  of  lapis  lazuli  are  highly  esteemed  for  costly  vases  and  ornamental 
furniture;  also  employed  in  the  manufacture  of  mosaics  ;  and  when  povvdered  constitutes  the  rich 
and  durable  paint  called  iiJtramanne.  B.  de  Boot  gives,  in  his  work  above  referred  to.  the  method 
employed  for  makiiig  artificial  ultramarine.  An  ultramarine,  chemically  prepared,  equal  to  that 
from  native  lapis  lazuli  in  color  and  permanency,  and  now  extensively  used  iu  the  arts,  contains., 
according  to  Yarrentrapp, 


Si  45-604,  S  8-830.  Al  23-304,  Ca  0  021,  Xa  21-476,  K  1-752,  S  1-685,  Fe  1-063,  CI  ^r.=98-7S5. 
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307.  HAUYNITE.  Latialite  (fr.  ilie  Campr.gna,  ancient  Latiura)  Gismondi,  in  Mem.  read  i.r 
1803,  before  the  Acad,  de  Lincei  at  Rome,  but  unpublished.  Haiivne  Bruun-Xeergard.  Schw. 
J.,  iv.  ^7,  1807,  J.  d.  M.,  xxi.  365,  1807.  Anina  Ital  Berzeline  L.  A.  Keeker,  BibL  Univ.,  xlvL 
52,  18:U,  Regne  Miu.  Paris,  \8do  ;  v.  Bath.  ZS.  G.,  xviii.  546,  1866=Marialite  Byl:o=Gh- 
mondiua  ottaedrica  J/erf.  Spada. 

Isometric.  In  dodecahedrons,  octahedrons,  etc.,  f.  3 — 7 ;  also  with 
planes  3,  3-3.  Cleavage :  dodecahxedral  distinct.  Twins :  composition- 
face  octahedral,  as  in  f.  293, 
parallel  to  all  the  planes  1 ;  and 
f.  294,  parallel  to  one  plane, 
with  faces  of  the  dodecahe- 
dron. Commonly  in  rounded 
grains  often  looking  like  crys- 
tals with  a  fused  surface. 

H.  =  5-5-6.  G.=2-4— 2-5; 
Lustre  vitreous,  to  somewhat 
greasy.  Color  bright  blue,  sky- 
blue,  greenish-blue ;  aspara- 
gus-green. Streak  slightly 
bluish  to  colorless.  Subtrans- 
parent  to  translucent.    Fracture  flat  conclioidal  to  uneven. 

Var. — For  the  mineral  fr.  Marino,  Gr.=:2-833,  Gmehn;  fr.  Vesuvius,  G.  =  2'46i,  Ramra. ;  fr. 
Melfi,  G.  =  2'4r)G,  Scacchi;  fr.  L.  Laach,  2-4S1,  v.  Rath.  The  wliite  variety  from  near  Albano  is 
Berzeline  of  Xecker,  according  to  v.  Rath  (1.  c),  from  whom  ligs.  29^,  294,  representing  twins  of  it, 
are  taken.  Yom  Rath  remarks  that  the  mineral  analyzed  by  Gmehn  (Obs.  de  Hauyna,  etc.), 
which  has  been  referred  to  berzeline,  was  a  mixture 

Comp.— (i  Xa^  +  f  ^1/  Si'-f-Ca  y=(XaV-Si3+3  AP  Si=  +  4  Ca  S=Silica  32-0,  alumina  27-4.  lime 
9-9,  soda  lH-5,  sulphuric  acid  14-2  =  100.  Analyses:  1,  Gmehn  (Obs.  de  11.,  Heidlb.,  1814,  Schw. 
J.,  xiv.  325,  XV.  1);  2,  Yarrentrapp  (Pogg.,  xhx.  515);  3-5,  J.  D.  Whitney  (Pogg.,  Ixx.  4:->l); 
6,  Rammclsberg  (Pogg.,  cix.  577;;  7,  id.  (ZS.  G.,  xii.  27H);  8,  v.  Rath  (ib.,  xvi.  84);  9,  v.  Rath  (ib., 


xviiL  547) : 

Si 

^1 

iPe 

Mg 

Ca 

Xa 

K 

H 

S 

1. 

Jklarino 

35-48 

28-87 

1-16 

12-00 

15-55 

[:^-45] 

^  12-39  Gmelin. 

2. 

Niederm'g 

35-ul 

27-41 

12-55 

9-12 

6-2 

12-60,  Fe  0-17.  CI  0-58, 
S  0-24=98-34  V. 

3. 

li 

33-90 

28-07 

7-50 

19-28 

12-01  =  100-73  Whitney. 

4. 

u 

34-83 

28  51 

0-31 

7-23 

18-57 

12-13=101-58  Whitney. 

5. 

Mt.  Albano  32-44 

27-75 

9-90 

14-24 

2-40 

12-98  =  99-77  Whituey. 

6. 

Vesuvius 

(1)  34-06 

27-64 

ir. 

10-GU 

11-79 

4-96 

11-25=  l(.0-30  Ramm. 

7. 

Melfi 

34-88 

29-34 

0-70 

5-54 

14-47 

3-76 

11-08.  CI  ^r.  =  9v^-77  R. 

8. 

L.  Laach 

(1)  3311 

27-35 

1-05 

0-22 

11  7U 

15-39 

1-12 

0-20 

12-54,  Clo-33  =  lG8  01  R. 

9. 

Berzeline 

3Z-70 

28-17 

1U-S5 

a-13 

4-64 

0-48 

12-15,  CI  0-GG,  Xa  0-43 

=  lul-21  R. 


"  H.  S,  and  loss. 

The  haiijTiite  from  Xiedermendig,  accordmg  to  Whitney,  corresponds  in  composition  to  2  haiiy- 
nite  +  1  nosite. 

Fyr.j  etc. — In  the  closed  tube  retains  its  color.  B.B.  in  the  forceps  fuses  at  4  5  to  a  white 
glass.  Fused  with  soda  on  charcoal  aftbrds  a  sulphid,  which  blackens  silver.  Decompo.-ed  by 
muriatic  acid  with  separation  of  gelatinous  silica. 

Ob.s.— Occurs  in  the  Ve:-uvian  lavas,  on  Somma  ;  at  Melfi,  on  Mt.  Vultur,  Xaples,  tn  a  kind  of 
lava  called  Hainjnophyr,  a  black  to  brown  rock  containing  the  haliynite  disseminated  through  it 
ol  black,  green,  blue,  red,  and  brown  colors,  and  also  white,  and  sometimes  red  inside  and  blue 
outside ;  in  the  lavas  of  the  Campagna,  Rome,  and  also  in  the  peperino  of  Marino  and  Lariccia 
near  Albano,  of  sky-blue,  bluish-green,  and  sometimes  opaline,  also  white  {berzeline) ;  in  basalt  at 
Xiedermendig  and  Mayen,  L.  Laach,  in  a  trachytic  rock ;  at  Mt.  Dor  in  Puy  de  Dome :  at  St 
Michael's,  Azores. 
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Xanied  after  the  crystallographer  and  mineralogist  Haiiy. 

Alt. — The  variations  in  the  analyses  as  to  water  present  show  a  tendency  to  hydration  and 
r>  other  changes  in  the  mineral. 

Ittxebite  Gmelin  (Schw.  J.,  xxxvi,  74,  18"i2);  Skolopsite  v.  Kohell  {Gel  Anzeig..  xxviii.  G38, 
1S49  .  Rammelsberg  has  shown  (Ber.  Ak.  Berlin,  18n2.  lSr)4)  that  ittuerite  and  skolopsita 
are  probably  akered  haiiynite  or  nosite.  Ittnerite  contains  10  to  12  p.  c.  of  water,  and  scolopsite 
varies  ia  the  water  from  none  to  10  p.  c.  Ittuerite  occurs  in  translucent  dodecahedrons  or  granular 
massive,  with  H.  =  5-5;  Ct.  =  2'o7 — 2--iO;  color  dark  bluish  or  ash-gray  to  smoky  gray ;  lustre 
resinous,  and  comes  from  Kaiserstuhl  near  Freiberg,  in  Brisgau,  Sasbach,  and  Endingen. 

Scolopsite  occurs  granular  massive;  H.  =  5;  Gr.=:2-5:i,  color  grayish-white,  to  pale  reddish- 
gray,  and  is  from  Kaiserstuhl,  and  occurs  in  the  same  rock  with  ittnerite  (Fischer,  Ber.  Ges. 
Freiburg,  1SG2). 

Analyses:  1,  G-melin  (1.  c.) ;  2,  J.  D.  "Whitnev  (Pogg.,  Ixx.  442);  3,  Rammelsberg  (Ber.  Ak. 
Berlin,  18G4,  171);  4,  v.  KobeU  (1.  c.) ;  5,  Rammelsberg  (1.  c,  ii.  1862,  245);  6,  id.  (ib.,  1864,  172); 

§i       ^1  Fe  ilg  Ca  Xa  K      H       S  CI 

\.  Ittnerite      34-02  28-40  0-62    7-27  12-15  1-56  10-76*  2-86  0-73=9S-.S6  Gmelin. 

2.  "          35-69  29-14      5-64  12  57  1-20  [9-83]  4-62  l-25  =  ln0  Whitney. 

3.  "          37-97  3U-50''   0*76  3-42  7-89  1-72  12-U4  4-0l  0-t^2  =  98-93  Ramm. 

4.  Scolopsite    44-06    17-86    2*49   2-23  16-34    12*04    1-30    4*09    0-56=100-97  KobelL 

5.  "  34-79    21-00    2-70   2*67  15-10    11-95    2  80      3-29    4*39    1-36  =  100  05  Ramm. 

6.  "  33-60         19-29        1-80  12-21    10-84    2-18  [10  25]  3-56    1-27  =  luO  Ramm. 

a  With  H  S.  b  With  a  little  Fe^  03, 

Scolopsite  was  named  from  gkoU^,  a  splinter,  from  its  sphntery  fracture. 

308.  NOSITE.  In  ripis  (L.  Laach)  lapiUos  elegantiores  et  sapphiros  reperire  est,  Frehcrv.s, 
Orig.  Palatinarum,  ii.  36,  1612.  SpineUan  Nose.  Xoggerath's  Min.  Stud.  G«b.  Niedderrhein.  li)9, 
J.  de  Phys.,  Lsix.  160,  1809.  SpmeUan,  Xosiau,  Z/a^jr.,  Breitr.,  vi.  371,  1815.  Hiiuyne  pt.  Xo- 
sean,  Xosin,  some  authors. 

Isometric,  like  haiiynite.    In  dodecahedrons.    Often  granular  massive. 
H.  =  5-5.    G.=:2'25— 24.    Color  grayish,  bluish,  brownish;  sometimes 
black.    Translucent  to  nearly  opaque. 

Comp.— (1  Xa+I  ^1)2  Si^  +  i  Xa  g=(Xa^f  gi-'+S  Si^  +  2  Xa  S=Smca  86-1,  sulphuric  acid 
8-0,  alumina  31-0,  soda  24'9  =  100.  A  little  chlorid  of  sodium  is  also  present;  ratio  of  chlorid  to 
sulphate  about  1 :  10. 

Analvses:  1.  2,  Bergmann  (Bull.  Sci..  1823.  iii.  406);  3,  Yarrentrapp  (Pogg.,  xlix.  515);  4,  5,  J. 
D.  Whitney  (Pogg.,  Ixx.  431);  6-9,  v.  Rath  (ZS.  G.,  xvi.  86): 

Si     ^1       Pe      Ca    Xa       K     CI  S 

1.  L.  Laach  38-50  29-25     1-67    1-14  16-56      8-16,        1-00=99-11  Bergm. 

2.  "  37-00  27-50     1-28    8-14  12-24      11-56,  Mn  0-50  =  99-59  Bergm. 

3.  35-99  32-57     Q-OG    1-12  17-84    1-85  0-65    9-17  =  99-22  Yarrentrapp. 

4.  "  36-52  29-54  )         j  1-09  23-12  [  ,       ^  ^,  (  7-66  =  100-34  Whitnev. 

5.  "  36-53  29-42  ]         \  1-62  22-97  )^^^  ^^^\  7-13  =  100-99  Whitnev 

6.  "      cZi-.  5n.  36-72  29-OS     0-75    1-20  23-33    0-83  0-71    7-5-2,  K  0-34=100-48  Rath,  G.= 

2-281. 

7.  "       &7i.-^7?/.  36-69  28-45     0-47    0-63  23-90    2-15  1-05    7•3^  =  100-^^4  Rath,  G.  =  2'299 

8.  "       gnh.      36-46  29-61     0-91    2-37  20-60    2-02  0-70    7-34=100  Rath.  G.  =  2-336. 

9.  "       clear    3G-87  26-60     0-28    4-05-20-75    0-37  1-08  10-00=100  Rath,  G.  =  2-399. 

Klaproth.  in  his  analvsis  (Beitr.,  vi.  375).  obtained  Si  43-0,  ^1  29-5,  3Pe  2  0,  Ca  1-5.  Xa  19-0,  S 
1-0,  H  2-5  =  98-5. 

Pyr.j  etc. — B.B.  like  haiiynite.    Gelatinizes  in  acids,  yielding  no  sulphuretted  hydrogen. 

Obs. — From  near  Andernach  on  the  Rhine,  at  Lake  Laach.  in  loose  blocks  consisting  largely 
of  a  glassy  feldspar,  -with  mica,  magnetite,  and  occasionaUy  zircon,  occupying  cavities  in  the  feld- 
spar, in  small  grains  or  crystals ;  also  found  at  Rieden  and  Yolkersfeld  in  a  leucite  rock. 

Xamed  after  K.  W.  Xose  of  Brunswick. 
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309.  LEUCITE.  Weisse  Granaten,  "Weisse  granat-formige  Schorl-Crystallen  (fr.  Vesuvius)^ 
J.  J.  Ferber,  Briefe  aus  Walscliland,  ]65,  176,  etc.,  1773.  Basaltes  albus  polyednis  granati. 
formis,  etc,  v.  Born,  Lithoph.,  ii.  73,  1775.  Schorl  blauc  Fr.  Trl.  of  Perber.  Grenats  blancs 
calcines  (fr.  Vesuvius,  where  called  Occhio  di  Pernicc,  Rome,  etc.)  de  Saussure,  J.  de  Phys., 
vii.  21,  1776.  CEil  de  Perdrix,  Gretiats  blancs,  alteres  par  udc  vapeur  acide  qui  ayant  dissout  Ic 
fer  a  laisse  les  grenats  dans  un  etat  de  blanoheur.  Sage,  Min.,  i.  317,  1777  ;  de  Lisle,  ii.  ?>i:0, 
1783.  Weisse  Granaten  Eoffin.,  Bergm.  J.,  454,  474,  1789.  White  Garnet.  Leucit  TTmi., 
Bergm.  J.,  i.  489,  1791,  Hopfner's  Mag.  N.  Helvet.,  iv.  241.  Leucite  H.,  J.  d.  M.,  v.  260,  1799. 
Amphigene  H.,  Tr.,  ii.  18U1. 

295  Isometric.  Usual  form  the  trapezoliedroii  (f.  295).  Cleav- 

age :  dodecahedral,  very  imperfect.     Surfaces  of  crystals 
yV-^I^^Y^A.    even,  but  seldom  shining.    Often  disseminated  in  grains ; 
[I    I  \  rarely  massive  granular. 

^AT^I   ^1   7     H.=5'5  — 6.    G.=244:— 2'56.     Lustre  vitreous.  Color 
\;^|4^'^'^>/    white,  ash-gray  or  smoke-gray.    Streak  uncolored.  Translu- 
cent — opaque.    Fracture  conchoidal.  Brittle. 

Comp. — 0.  ratio  1:3:8;  K  Si+^1  Si^=Si]ica  55-0,  alumina  23-5,  potash  21 -.5  =  100.  Analyses 
1-4,  Klaprotli  (Beitr.,  ii.  39);  5,  Arfvedson  (Afhaudl.  i  Fys.,  vi.  139);  6,  Avdejef  (Pogg.,  iv 
107);  7-9,  Rammelsberg  (Pogg.,  xcviii.  142);  10,  11,  Bischof  (Lehrb.,  ii.);  12,  Raramelsberjj 
(Min.  Ch..  999) ;  13-15,  Bischof  (1.  c.) ;  16,  Rammelsberg  (Pogg..  xcviii.  150) ;  17-20,  Biscliof  (1.  c); 
21,  A.  Knop  (Jahrb.  Min.,  1865,  685): 

Si        ^1      Ca     Xa       &  H 


1.  Vesuvius 

53-750 

24-625 

2. 

53-50 

24-25 

3. 

Pompeii 

54-50 

23-50 

4. 

Alba  no 

54- 

23- 

5. 

Vesuvius 

56-10 

23-10 

6. 

56-05 

23-03 

tr. 

1-02 

7. 

(1 

56-10 

23-22 

0-57 

8. 

56-25 

23-26 

0-32 

0-43 

9. 

(1 

(1)  56-48 

23-14 

O-oO 

10. 

ii 

57-84 

22-85 

0-20 

6-04 

11. 

56-49 

22-99 

0-04 

3-77 

12. 

11 

57-24 

22-96 

0-91 

0-93 

13. 

(1 

55-81 

24-23 

8-83 

14. 

L.  Laach 

54-36 

24-23 

3-90 

15. 

a 

56-22 

23-07 

0-23 

6-40 

16. 

Rocca  Monfina 

(1)56-36 

23-15 

0-25 

0-25 

17. 

57-28 

22-44 

1  75 

18. 

u 

58-10 

22-76 

1-78 

19. 

56-45 

24-35 

1-98 

20. 

56-32 

23-99 

2-15 

21. 

Vogelsberg 

(1)56-61 

22-92 

1-68 

2-95 

21-  350   ==99-725  Klaproth. 

20-  09   =97-84  Klaproth.  » 

19-  50   =97-50  Klaprotli. 

22-   =99  Klaproth. 

21-  15  ,  Fe  0-95=101-30  Arfvedson. 

20-  40   =100-50  Avdejef. 

20-59   =100-48  Rammelsberg. 

20-04   =  i  00-40  Rammelsberg. 

19-78    0-5-.^  =  100-42  Rammelsberg. 
12-45    0-59,  Pe  014=100-11  Bischof. 
15-21    l-48  =  99-98  Bischof 

18-61   =100-65  Rammelsberg.  ' 

10-40   =99-27  Biscliof    G.  =  2-519. 

16  52  0-04=99-65  Bischof 
13  26   =99-66  Bischof. 

19  31  0-74,  C10-03  =  100-09  Ramm.  G.  =  2-444. 
17-12    1-41  =  100  Bischof. 

17  36  Bischof. 
17-43  Bischof 
17-54  Bischof 

13  65,  Fe  2-33  =  100-14  Knop. 


Potash,  regarded  long  as  an  alkali  exclusively  of  the  vegetable  kingdom,  was  first  found  among 
minerals  in  this  species  by  Klaproth,  whose  earliest  analysis  was  made  in  1796. 

Rammelsberg  does  not  find  the  large  proportion  of  soda  announced  for  some  kinds  by  Bischof. 
According  to  Deville,  the  leucite  of  ihe  modern  Vcsuvian  lavas  contain  moi'e  soda  than  that  of 
the  ancient  of  Somma,  the  ratio  of  soda  to  potash  in  that  of  the  lava  of  1855  being  1  :  2-0^^ ;  in 
the  1847,  I  :  1-67 ;  and  in  the  Somma,  1  :  8-21.  Specimen  for  anal.  7  is  from  lava  of  1811,  color- 
less, transparent,  G.  =  2-480;  for  8,  id.,  in  grains;  for  9,  10,  pure  crystals  from  the  Vesuvian 
eruption  of  Ap.  22,  1845;  for  II,  id.  of  Feb.  10,  1847;  for  12,  id.  of  January,  1857;  for  13,  date 
of  eruption  not  stated  ;  for  14,  15,  small  crystals,  externally  somewhat  altered  ;  1«,  large,  fragile, 
yellow  crystals,  of  feeble  lustre  and  httle  hardness;  17,  the  same;  18--i0,  of  different  parts  of 
same  crystals.  18  the  exterior,  20  the  interior,  and  19  an  intermediate  portion. 

By  spectral  examination,  Richter  has  detected  lithia  in  the  Vesuvian  leucite. 
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Pyr,,  etc. — B  B.  infusible  ;  with  cobalt  solution  gives  a  blue  color  (alumina).  Decomposed  by 
muriatic  acid  without  gelatiuization. 

Obs. — Leucite  is  coutined  to  volcanic  rocks,  and  to  those  of  certain  parts  of  Europe.  At 
Vesuvius  and  some  other  parts  of  Italy  it  is  thickly  disseminated  through  the  lava  in  grains,  and 
tlie  name  lencitophyr  and  also  arnjihigenyte  has  been  given  to  snch  lavas.  It  is  a  consUtuent  in  the 
nephelin-doleryte  of  Merches  in  the  Vogelsberg  (anal.  21);  abundant  in  trachyte  between  Lake 
Laach  and  Andernach,  on  the  Rhine.  Vesuvius  presents  the  finest  and  largest  crystallizations. 
Near  Rome,  at  Borghetta  to  the  north,  and  Albano  and  Frascati  to  the  south,  some  of  ihe  older 
lavas  appear  to  be  almost  entirely  composed  of  it. 

The  leucitic  lava  of  the  neighborhood  of  Rome  has  been  used  for  the  last  two  thousand  years, 
at  least,  in  the  formation  of  mill-stones.  Mill-stones  of  this  rock  have  been  discovered  in  the 
excavations  at  Pompeii. 

Xamed  by  Werner  from  XcvK-6i,  wJiite,  in  allusion  to  its  color. 

Haiiy's  name,  AnijyhigeHe,  is  of  later  date,  and  is  from  njKpi,  both,  and  yewao.  to  vmke.  in  allusion 
to  the  existence  of  cleavage  in  two  directions  (which  is  not  a  foct).  and  to  his  inference  therefrom  of 
two  "'primitive  forms"  (which  is  only  a  notion  of  hisj ;  and  it  has  therefore  the  best  of  claims  for 
rejection. 

Alt  — Feldr.par,  nephelite,  and  kaolin  occur  with  the  form  of  leucite,  as  a  result  of  its  altera- 
tion.   The  glassy  feldspar  pseudomorphs  were  first  announced  by  Scacchi,  and  since  by  Blum. 
The  following  are  analyses  of  altered  leucite:  1,  2,  Rammelsberg  (Min.  Ch.,  647);  8,  C.  Stamm 
(Ann.  Ch.  Pharm.,  xcix.  287);   4,  5,  Rammelsberg  (Min.  Ch.,  647);  6,  Bergemann  (J.  pr.  Ch 
Ixxx.  418): 


Si 

.^1 

Ca 

Xa 

1.  Rocca  Monfina 

53-32 

26  25 

0-66 

8  76 

2. 

58-89 

25-07 

0-28 

11-94 

3.  Kaiserstuhl 

54-02 

22-54 

2-90 

10-13 

4.  Vesuvius 

(|)57-b7 

24-i5 

1-28 

5-72 

4A. 

decom. 

18-39 

12-11 

0-56 

5-50 

4B. 

undtc. 

39-91 

11-69 

0-4O 

0-3  (J 

5. 

57-62 

24-72 

0-55 

6-32 

5A. 

decora. 

24-(»0 

12-47 

0-71 

5-25 

6B. 

undec. 

34-78 

11-58 

tr. 

6.  OberT\^esentlial 

60-46 

22-li 

0  52 

K 

1-98 
0-64 
0-71 


ign. 

9-03: 
9-2ti: 
8-98, 


4  1(1, 

0-^4 
10 -'.^3 

2-S6 

8-64=55-00 
13-53,  Mg  1-: 


=  100  Rammelsberg. 
-100-58  Rammelsberg. 
Mg  U-5T,  Fe  1-35=101-15  Stamm. 
Mg  0-27  =  99-98  Rammelsberg. 
Mg  0-17=40-b3  I 
:59-14 

:  100-14  Rammelsberg. 
345-29 


: 99-97  Rammelsberg:. 


=  100-29  Rammelsberg. 
Fe  1-98  =  99-82  Bero:emauu. 


The  mineral  of  1  and  2  is  white  and  kaolin-like ;  3,  occurs  in  trachyte ;  4,  5,  are  Somma  crys- 
tals, and  A,  under  each,  part  of  same  decomponable  by  muriatic  acid ;  B,  part  undecomposable  :  6, 
crystal,  having  H.  =  5-5,  G.  =  2-5616. 

Xo.  3  has  nearly  the  composition  of  aaalcite,  and  was  published  as  of  that  specie^.  But  Rose 
(Pogg..  ciii.  521)  and  others  make  it  an  altered  leucite,  with  the  composition  of  analcite.  1  and 
2  are  nearly  the  same  in  constitution  with  3,  as  Rammelsberg  states.  4,  5,  correspond,  according 
to  Rammelsberg.  to  a  mixture  of  nephelite  (A  part)  with  glassy  feldspar  (B  part);  and  yet  has 
the  composition  of  a  pokish-soda-leucite.  6  has  the  composition  and  reactions  nearly  of  oUgoclase 
(oxygen  ratio,  1:3-1:  9-4) ;  it  lost/oy  ignition  1-22  p.  c. ;  5-97  p.  c.  were  soluble  in  muriatic  acid, 
and  consisted  of  §i  S'.^O,  Al  1-60,  Fe  u-65,  Mg  0-(J4,  Xa  tr ,  K  0-47,  Oa,  Mu  tr. 


FELDSPAR  GROUP. 

The  feldspars  are  cliaracterized  by  specific  gravity  below  2*85  ;  hardness 
6  to  T;  fusibility  3  to  5  ;  oblique  or  cliiiohedral  crystaliizatiou ;  prisuuttic 
angle  near  12U^  ;  t'.vo  easy  cleavages,  one  basal,  the  other  bracliydiagunal, 
inclined  together  either  90°,  or  very  near  90°  ;  cleavage  a  prominent  fea- 
tiire  of  many  massive  kinds,  and  distinct  in  the  grains  (^"f  granular  varieties, 
giving  them  angular  forms  ;  close  isomorphism,  and  a  go-  '  re-emblance  in 
the  systems  of  occurring  crystalline  forms;  twinning  parallel  to  the  clino- 
diagonal  section  and  0,  and  sometimes  2-1  (or  the  curresponding  triclinic 
planes)  ;  transition  from  granular  varieties  to  compact,  hornstone-like  kinds, 
called  felsites,  which  sometimes  occur  as  rocks  ;  often  opalescent,  or  having  a 
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play  of  colors  as  seen  in  a  direction  a  little  oblique  to  i-\  ;  often  aventurine, 
from  the  dissemination  of  microscopic  crystals  of  foreign  substances  parallel 
for  the  most  part  to  the  planes  0  and  /. 

Tlie  protoxyd  bases  are  lime,  soda,  potash,  and  in  one  spec'es  baryta  ;  the 
sesqnioxyd  only  alumina  ;  the  oxygen  ratio  of  the  protoxyds  and  sesquiox- 
yds  is  constant,  1:3;  while  that  of  the  silica  and  bases  varies  from  1  : 1  to 
o  :  1,  the  amount  of  silica  increasing  with  the  increase  of  alkali,  and  becom- 
ing greatest  when  alkalies  are  the  only  protoxyds. 

The  included  species  are  as  follows : 

Crystallization.        0.  ratio  R,  Jj,  Si. 
Anorthite  Lime  feldspar  Triclinic  1:3:4 

Labkadorite  Lime-soda  feldspar  '*  1:3:6 

Hyalophaxb  Baryta-potash  feldspar  Monoclinic  1:3:8 

Andesite  Soda-lime  feldspar  Triclinic  1:3:8 

Oligoclasb  "       "       "  "  1 :  3 :  9 

Albite  Soda  feldspar  "  1  : 3 :  12 

Orthoclase  Potasli  feldspar  Monoclinic  1:3:12 

The  species  appear  in  the  analyses  beyond  to  shade  into  one  another  by  gradual  transitions ; 
but  whether  this  is  the  actual  fact,  or  whether  the  seeming  transitions  (when  not  from  bad  anal- 
yses) are  due  to  mixtures  of  different  kinds  through  contemporaneous  crystalHzatiou,  is  not  pos- 
itively ascertained.  The  latter  is  the  most  reasonable  view.  It  has  been  shown  by  Breithaupt 
and  others  that  orthoclase  and  albite  (or  the  potash  and  soda  feldspars)  occur  together  in  infini- 
tesimal interlaminations  of  the  two  species,  and  that  the  soda-potash  variety  called  jperi^ife  (p.  356) 
is  one  of  those  thus  constituted.  This  structure  is  apparent  under  a  magnifying  power,  and  also 
when  specimens  are  examined  by  means  of  polarized  light.  Moreover,  these  and  other  feldspars 
very  commonly  occur  side  by  side  or  intercrystallized  when  not  interlaminated ;  as  oligoclase  and 
orthoclase  in  the  granite  of  Orange  Summit,  N.  Hampshire,  and  Danbury,  Conn. ;  in  obsidian  in 
Mexico ;  in  trachytes  of  other  regions.  Such  facts  show  that  the  idea  of  indefinite  shadings  be- 
tween the  species  is  probably  a  false  one,  since  the  two  keep  themselves  distinct,  and,  in  the 
perthite  and  similar  cases,  even  to  microscopic  perfection.  They  also  make  manifest  that  contem- 
poraneous crystalhzation  is  a  true  cause  in  many  cases. 

Intermediate  varieties  may  also  come  through  alteration  under  the  agency  of  infiltrating  waters, 
■^^ater  filtr..ted  through  powdered  feldspar  of  any  kind  soon  becomes  alkahne  by  taking  up 
part  of  the  bases.  Moreover  there  is  a  strong  tendency  to  alteration,  and  tlie  final  production  of 
kaoUu,  a  change  involving  the  loss  of  all  the  protoxyd  laases,  and  aiso  much  of  the  silica,  the  oxy- 
gen ratio  of  the  silica  and  alumina  being  thus  reduced  to  1 :  1.  from  3:1  in  orthoclase  or  albite, 
and  from  2  :  I  in  labradorite. 

The  species  andesite  is  still  a  doubtful  one. 

The  play  of  colors,  ei:pecially  remarkable  in  much  labradorite,  and  occurring  also  in  some 
adularia,  albite,  and  ohgoclase.  indicates,  according  to  Reusch  (Pogg.,  cxvi.  3'J2,  cxviii.  256, 
cxx.  95),  the  existence  of  a  cleavage  structure  of  extreme  delicacy  transverse  to  the  median 
or  brachydiagonal  section.  In  adularia  the  plane  of  this  cleavage  is  perpendicular  to  this 
section  (or  that  of  the  clinodiagonal);  in  labradorite  it  is  in  general  more  or  less  inclined,  and 
differently  in  different  specimens.  The  play  of  color,  Reusch  observes,  appears  therefore  to  be  that 
of  tluu  plates;  jet  the  linings  of  what  he  regards  as  a  cleavage  system  appear  to  be  of  indis- 
tinguishable minuteness ;  and  although  the  existence  of  thin  plates  can  hardly  be  estabhshed  by 
means  of  the  microscope,  it  is  proved  by  their  effects  in  the  play  of  colors,  nebulous  images  within, 
and  the  phenomena  of  infiexion  or  diffraction  which  result  from  their  regular  grouping.  There  ap- 
pears to  be  no  connection  between  the  inclination  of  the  plane  in  labradorite  and  the  colors  observed. 
The  play  of  colors  is  best  seen  on  a  plate  polished  parallel  to  the  brachydiagonal  section  (w),  when, 
as  Descloizeaux  states,  it  is  turned  to  the  right  or  left  on  an  axis  slightly  oblique'  to  the  face, 
which  extends  toward  the  obtuse  angle  between  the  edges  0/i-i  and  I' and  makes  an  angle 
of  about  TO'  with  the  edge  O/i-'i]  and  the  maximum  effect  is  produced  in  two  positions  situated 
45'  to  bO"  from  one  another,  which  are  unequally  inclined  to  the  face  i-i. 

The  play  of  colors  is  independent  of  the  disseminated  microscopic  crystals  of  foreign  substances 
which  occasion  the  aventurine  effect. 

The  feldspars  are  intimately  related  to  the  isometric  species  of  the  Leucite  group.  Leucite 
has  the  oxygen  ratio  1:3:8,  one  of  the  feldspar  ratios ;  so  that  isometric  leucite,  monoclinic  hy- 
alophane,  and  triclinic  andesite  (if  tliis  species  is  sustained),  form  a  trimorphous  group..  Bui 
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while  the  form  of  leucite  appears  at  first  sight  to  be  very  unhke  that  of  the  true  feldspars,  there 
IS  actually  approximate  isomorphism.  For  the  monoclinic  aud  triclinic  forms  are  strictly  oblique 
or  clinohedrized  dodecahedrons.* 

If  a  dodecahedron  be  so  placed  that  an  octahedral  axis,  that  is,  the  line  between  the  apices  of 
two  of  the  trihedral  solid  angles,  is  vertical,  it  is  then  a  six-sided  prism 
with  trihedral  summits.  If  now  this  axis  be  inclined  8°  6'  in  one  of  the 
diametral  planes  of  the  six-sided  prism,  it  will  have  the  inclination  of  the 
axis  of  orthoclase ;  and  this  8°  rt'  is  the  greatest  amount  of  divergence 
from  the  dodccahcdral  angles  that  occurs  in  the  species.  The  planes 
/,  i-i  incline  to  one  another  at  angles  near  120 and  correspond  to  the 
6  vertical  planes  of  the  dodecahedron  (as  above  placed).  The  basal 
plane  0  is  also  dodeeahedric,  for  0  A/=122'  Iti ,  and  OA  i-l (dodecahe- 
iric)  — 90°.  The  four  planes  I  are  also  dodeeahedric,  as  shown  by 
I  heir  position  and  inchnations.  Thus  all  the  twelve  faces  of  the  dode- 
'^hedron  occur  in  the  above  figure ;  they  are  lettered  D. 

Again,  the  planes  z-3  and  1-^,  which  replace  the  edges  between  the 
dodeeahedric  planes  /,  i-i  and  1,  1,  with  angles  near  150*^,  correspond 
to  planes  of  the  trapezohedron  2-2  (that  truncating  the  dodecahedron, 
f.  14),  and  consequently  the  figure  contains  5ix  trapezohedric  planes; 
they  are  lettered  T. 

Again,  the  planes  2-i  are  cubic ;  for  they  make  with  the  dodeeahe- 
dric plane  0  the  angle  135°  3',  var}ang  but  8'  from  the  isometric 
angle,  'i-i  is  another  cubic  face ;  it  is  inclined  to  a  dodeeahedric 
plane,  134°  19'.    There  are  present,  therefore,  oWsix  faces  of  the  cube;  they  are  lettered  H. 

Finally  the  plane  at  the  top  of  the  figure  (and  the  only  remaining  one),  lettered  O,  is  octahe- 
dric.  as  shown  by  its  intersections  with  the  cubic,  dodeeahedric,  and  trapezohedric  faces;  and  also* 
by  its  inclination  to  the  cubic  face  2-^  =  124''  51',  and  to  the  dodeeahedric  face  7=145°  47',  these 
angles  in  isometric  forms  being  125°  16'  and  144°  44'. 

It  follows  then  that  the  above  figure  contains  the  dodeeahedric  planes  i-i^  0,  1,  1,  with 
their  opposites,  or  the  whole  twelve;  the  trapezohedrir  i-S,  ^■-3,  1-2,  with  their  opposites.  or  six;  the 
octahedric,  with  its  opposite,  or  Uvo ;  and  the  cubic  2-i  2-i  or  all  six;  and  no  others.  The 
angles  the  ob'ique  cube  are  2-6  A  2-i,  over  (9,  =  90'  H',  2-iA2-/=95°  48'.  Moreover,  the  normal 
apex  of  the  clinohedrized  dodecahedron  is  that  part  of  the  crystal  occupied  by  the  octahedric 
plane  ^-i ;  in  other  words,  ^-i  is  normally  the  basal  plane,  and  not  0 ;  and  the  true  incUnation  of 
the  vertical  axis  is  s°  6  (the  angle  ^4  A  i-i  being  98'  6'). 

Accordingly  the  two  cleavages  in  orthoclase,  parallel  to  0  and  i-i^  are  both  dodeeahedric 
Moreover,  the  directions  of  twinning  are  either  dodeeahedric  (parallel  to  i-i,  which  is  the  most' 
common,  and  0),  or  cubic  (parallel  to  2-i>. 

These  relations  hold  true  also  for  the  triclinic  feldspars,  the  only  peculiarity  in  which  is  that 
the  principal  section  has  slight  lateral  oV)liquity,  so  that  the  two  cleavage  planes  (dodeeahedric) 
incUne  to  one  another  <i:r  15'  to  94°  15'  instead  of  90'.  G.  Rose,  in  an  article  on  albite  (Pogg., 
cxxv.  457),  alludes  to  the  remarkable  fact  that  the  planes  2-1  (see  p.  849),  either  side  of  0,  make 
with  one  another  in  this  species  very  nearly  a  right  angle  (90°  35',  Neumann,  and  90°  4',  Deseloi- 
zeaux).  The  fact  is  not  so  surprising  when  it  is  observed  that  the  planes  2-1  are  cubic  faces.  They 
correspond  to  2-i  in  orthoclase. 


310.  ANORTHITE.  INDI AMTE.  Matrix  of  Corundum  (fr.  the  Carnatic,  India)  Bourn.,  Phil. 
Trans.,  1802.  Indianite  Bourn.,  Cat.,  60,  1817  ;  Phillips,  Min.,  44,  1823.  Anorthit  (fr.  Yesuv.) 
G.  Rose,  Gilb.  Ann.,  Ixxiii.  197,  1823.  Cristianite  (Christianite),  Biotina  (fr.  Vesuv.),  3Iont.  & 
Gov.,  Min.  Yesuv.,  1825.  Tankit  (fr.  Norway)  Breith.,  Schweigg.  J.,  Iv.  246,  1S29.  Thiorsauit 
(fr.  Iceland)  Geaih,  Ann.  Ch.  Pharm.,  Ixvi.  18,  1818;  Thiorsauit  bad  orihogr. 

Latrobite  {fr.  Labrador)  Brooke,  Ann.  Phil.,  v.  388,  1823  ;  Children,  ib.,  viii.  3S,  1824=Diploit 
Breiih.,  C.  G.  Gmelin's  Chein.  Unters.  Dipl.,  Tubingen,  1825.  Amphodelit  (fr.  Finland)  X  Nor- 
densL,  Pogg.,  xxvi.  488,  1832  ;=Loi^olit  i'.  Jbssa,  Breith.  Handb.,  531,  1847. 


Triclinic.    a  :  h  (bracli.)  :  g  (macrocl.)= 0-86663  : 1  : 1-57548. 


*  See  a  paper  by  the  author,  Am.  J.  Sci.,  II.  xliv.  406.  The  following  comparisons  will  be  bet- 
ter appreciated  if  the  reader  has  before  him  a  dodecahedral  crystal  (as  of  garnet',  or  a  model  of  the 
form,  so  placed  that  a  trihedral  sohd  angle  shall  be  at  top,  and  one  of  the  faces  of  the  trihedral 
summit  shall  be  inclined  to  the  left.  The  vertical  edge  to  the  left  will  then  correspond  to  the  left 
vertical  Ime  of  the  figure  of  orthoclase,  that  is,  to  the  edge  ///. 
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/A  7'=^120°  31'  0  A  2-^=137°  22'  i-i  A  7'=117°  33^' 

O  A  i-i^  ov.  2-r,  =  S5  50  Ok  2-2,  ov.  1-z,  =  98  46  ^'-z  A  ^'-1=116  3 

0  A  i-l,  ov.  2-1,  =  94  10  6^  A  1  =122  "8  J'  A  ^'-^=148  32 

6>A/'=114  6^  6>Al'=125  43  a  =  88  48^ 

0  A  7=110  40  OA  i-l,  ov.  l-z,=87  6  /3  =  64  4^ 

6^  A  2-r=133  14  i-l  A  7=121  50  7=86  4(>f 
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Observed  Planes. 


Cleavage  :  0,  i-i  perfect,  tlie  latter  least  so.  Twins  similar  to  those  of 
albite.    Also  massive.    Structure  (granular,  or  coarse  lamellar. 

H.  =  6-7.  G.  =  2-66-2-78;  2-70-2'75,  Iceland,  Urals,  Corsica  ;  2-762, 
massive,  Eose  ;  2*763,  arapliodelite  ;  2*668,  indianite,  Silliman.  Lustre  of 
cleavage  planes  inclining  to  pearly  ;  of  other  faces  vitreous.  Color  white, 
grayish,  reddish.  Streak  uncolored.  Transparent — translucent.  Fracture 
conchoidal.  Brittle.  Optic-axial  angle  large  ;  one  bisectrix  positive  and 
nearly  normal  to       the  other  negativ^e  and  sensibly  oblique  to  i-i. 

Var. — 1.  Anorthite  was  described  from  the  glassy  crystals  of  Somma ;  and  christianite  aud 
hiotim  are  the  same  mineral.    Thiorsauite  ir,  the  same  from  Iceland. 

2.  Indianite  is  a  white,  grayish,  or  reddish  granular  anorthite  from  India,  first  described  in 
1802  by  Count  Bouruon. 

3l  Ampliodeliie  is  a  reddish-gray  or  dingy  peach-blossom-red  variety,  partly  in  rather  large  crys- 
tals, from  Finland  and  Sweden;  the  angle  between  the  two  cleavage  surfaces  (or  0  A  i-'i)  is  94'  2'»', 
and  0  on  edge  // J  =:116'.  Lejwliie  of  Breithaupt  (or,  as  he  says,  of  von  Jossa,  who  sent  it  to 
himj  comes  from  the  same  region,  and  is  the  same  variety;  some  of  the  crystals  are  2  inches  long 
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Latrohiie,  from  Labrador,  is  pale  rose-red,  and  closely  resembles  amphodelite.  Tt  has  three 
cleavages,  afforduig,  accorduig  to  Brooke,  the  mutual  iucHnations  98°  30',  'M)',  and  91°,  or, 
according  to  Miller,  101°  45',  93°  30'  {=0  A  i-i),  and  lu9°  (=  0  A  /  ).  Named  after  Rev.  C.  J. 
Latrobe. 

Walmstedt's  "  ScapoUte  from  Tunaberg "  is  anorthite,  according  to  G-.  Rose  (Ejyst.  Ch.  Mia., 

Comp.— 0.  ratio  1:3:4;  (i  S'  +  f  Xl)^  Si-^=:SiHca  43-1,  alumina  36-9,  hme  20-0  =  100. 

Analyses:  1,  Chenevix  (Phil.  Trans.,  1802,  333);  2,  G.  Rose  (Glib.  Ann.,  Ixxiii.  173);  3,  4 
Abich  (Pogg,  li.  519);  5,  Reinwardt  (Pogg.,  1.  351);  6,  Forchhammer  (Jahresb.,  xx.  xxiii.  2«4); 
7,  Damour  (BuU.  G.  Fr.,  11.  vii.  83);  8,  Waltershausen  (Vulk.  Gest.,  22);  9,  Erdmann  ((Efv.  Ak. 
Stockh.,  (i7,  1848);  10,  Nordeuskiold  (Jabresb.,  xii.  174);  11,  Svanberg  (Jahresb.,  xx.  2:-;8) ;  12, 
13,  Laugier  (Mem.  Mus,  d'Hist.  Nat,  vii.  341);  14,  G.  J.  Brush  (Am.  J.  Sci,  11.  viii.  391,  with 
corrections  priv.  contrib.) ;  15,  16,  Hermann  (J.  pr.  Ch.,  xlvi  387);  17,  18,  C.  Graelin  (Pogg.,  iii. 
G8);  19-21,  A.  Strong  (Jahrb.  Min.,  1864,  259,  B.  H.  Ztg.,  xxiii.  54);  22,  Deville  (Ann.  Ch.  Phjs., 
in.  xl.  28G);  23,  R.  H.  Scott  (Phil.  Mag.,  IV.  xv.  518);  24,  Potyka  (Pogg.,  cviii.  110);  25, 
Ilauglitou  (Phil.  Mag.,  lY.  xix.  13):  26,  A.  Streng  (Jahrb.  Min.  1867,  536)  ;  27,  Sammelsbeis 
(  \iin.  Ch  ,  590): 
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38-89 

35-  12  1-50 

33-  11  4-00 

36-  81   

32-83 
30-00 

34-  81 
28-63 

35-  0 


5-05  10-15 
4-08  15-02 

  15-00 

  15-6 

  15-78 

14-94 
10-87 

8-  28 

9-  79 


2-27 
5-87 
0-63 

77b 


 5-77 


1-  97 
0-59 

2- 23 


33-  17 

34-  53 
34-73 
34-22 
33-73 


3-04 
0-71 


0-88 
3-29 


1-29 
0-83 

tr. 
0-9 

tr. 
0-11 
155 
0-29 
0-36 


16-71 

16-  52 
19-11 

17-  7 

15-  97 

16-  85 

17-  10 
11-92 

18-  07 


0-27 
0-68 

0-  6  

1-  dO  0-29 

1-06  0-22 
0-89  0-52 


3-35   

2-6  -— 
4-08 

  1-50 

  1-09 

 6-58 

  6-58 

1-86  0-48 
1-45  0-40 

0-  76  1-12 

1-  0   

1-  28  0-55 

2-  59  0-91 


1-57 
1  03 


2-33 
0-33 


0-31, 

0-  39, 

1-  85, 

0-  GO 

1-  00: 

1  0  = 

1-56: 

1-  50: 

2-  04. 
2-04 
3  13: 

0-87: 
5-03 


4-13 


=98  0  Chenevix. 
—  100-63  G.  Rose. 
=  100-04  Abich. 
=  100-34  Abich. 
=  98- 1  Reinwardt. 
=  101-89  Forclili.    G.  =  2-70. 
,  augite  0-G9  D.    G.  =  2-75. 
,  Mn  0-78''i  =  99-96  Waltersh. 
Fe  1-35,  undec.  0-57  =  lU()-19 
Erdmann 
Fe  1-70  Nordenskiold. 
=  100-23  Svanberg. 
=  98-55  Laugier. 
:97-7  Laugier. 
=  100-84  Brush. 
=  99-69  Hermann. 
=  99-54  Hermann. 
,  Mn  3- 16  =  102-1 6  Gmelin. 
=  98-78  Gmelin. 
=  100-49  Streng.    G.  =  2-76. 
=  100-84  Streng. 
=  98-89  Streng. 
=  100-4  Deville. 
=  100-31  Scott.    G.  =  2-72. 
=  101-01  Potyka.    G.  =  2  73. 
=  99-25  Haughton. 
=  100-01  Streng. 
=  101 -19  Rammelsberg. 


*  With  Ca  0  and  Ni  0-        ^  With  "Sin  0^ 


Anal.  23,  granular,  in  dioryte;  24,  with  hornblende  forming  a  rock;  26,  in  dioryte,  G.  =  2-77  ; 
27,  from  meteorite  of  Juvenas. 

G-enth  obtained  in  an  analysis  of  his  Tliiorsauite,  which  is  regarded  as  the  same  mineral  as  that 
of  anal.  6,  Si  48  36,  Al  30-59,  Fe  1-37,  Mn  tr.,  Mg  0-97,  Ca  17-16.  Na  1-13,  K  0-62=100-20.  The 
Neurode  feldspar  (anal.  19),  from  a  serpentine  rock,  gives  the  0.  ratio  1:2.}:  4,  and  is  hydrous, 
and  had  probably  lost  part  of  its  alumina.  For  an  analysis  of  the  same  by  v.  Rath,  see  Pogg , 
xcv.  55.3. 

Pyr.,  etc. — B.B.  fuses  at  5  to  a  colorless  glass.  Anorthite  from  Mt.  Somma,  and  indiauite  from 
the  Carnatic,  are  decomposed  by  muriatic  acid,  with  separation  of  gelatinous  silica. 

Obs. — Occurs  in  some  granites ;  occasionally  in  connection  witli'gabbro  and  serpentine  rocks  : 
in  some  cases  along  with  corundum  ;  in  many  Volcanic  rocks. 

Anorthite  {christiaaiie  and  lioiine)  occurs  at  Mount  Vesuvius  in  isolated  blocks  among  the  old 
lavas  in  tiie  ravines  of  Monte  Somma,  associated  with  sanidin,  augite.  mica,  and  idocrase ;  on  the 
island  of  Procida  near  the  entrance  to  the  bay  of  Naples  ;  hi  the  Faroe  islands,  and  on  Java ;  on 
Iceland,, on  the  plain  of  Thiorsa,  Hecla,  and  elsewhere  (G.  =  2-69  — 2-75) ;  near  Bogoslovsk  in  the 
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Ural  (G.  =  2-'(2  — 2-73,  anal.  23,  24);  at  Carlingford  in  Ireland ;  in  the  meteoric  stone  of  Juvena? 
(anal.  27). 

Amphodelite  occurs  in  Lojo,  Finland,  in  a  limestone  quarry,  and  at  Tunaberg,  S^'eden ;  lepolite^ 
at  Lojo  and  Orrijarfvi ;  linseite  is  probably  the  same  partly  altered  (Breith.,  J.  pr.  Ch.,  xlvii.  23i>)_ 
containing  a  few  p.  c.  of  water.  Latrohiie  is  from  Amitok  island,  on  the  coast  of  Labrador. 
ladiamte  is  the  gangue  of  corundum  in  the  Carnatic,  with  garnet,  cyauite,  and  hornblende ;  the 
specimen  analyzed  by  G.  J.  Brush  was  originally  from  the  hands  of  Count  Bournon,  and  came 
from  the  Indian  locality. 

Anortliiie  was  named  in  1823  by  Eose  from  dvnpd.^^  oblique^  the  crystallization  being  triclinic. 
Bournon's  name,  Indianiie,  derived  from  the  locality  in  India,  was  first  pubhshed  in  his  Catalogue 
of  the  Royal  Mineralogical  Collection,  in  the  year  1817.  The  species  had  been  described  by  bim  as 
early  as  1802  (1.  c.  \  and  his  description  is  remarkably  complete  for  the  time,  it  including,  besides 
physical  characters,  a  chemical  analysis  by  Chenevix  (anal.  I  above)  agreeing  nearly  in  essenti-il 
points  with  the  later  by  Rose,  and  quite  as  well  as  his,  with  the  true  or  normal  composition  of 
the  mineral.  Bouri;on  supposed  that  the  grains  might  be  rhombohedral  in  crystallization  ;  but 
Brooke,  iu  Phillips'  Mineralogy  (8d  ed.),  pubhshed  in  1823,  the  year  of  Rose's  publicalion,  an- 
nounced that  there  were  two  cleavages,  inclined  to  one  another  84^  45'  and  95^  15',  differing  not 
widely  from  the  same  angle  (0  A  ^-i)  as  ascertained  by  Rose.  Justice  seems  to  require  that 
Bournon's  name  should  be  restored  to  the  species.  Beudant,  in  the  i:rst  edition  of  his  mineralogy, 
published  in  1824,  describes  indianite  in  full  and  called  it  hme-feldspar,  mentioning  anorthite  only 
in  his  index. 

Chrisiianite  was  named  by  Monticelli  and  Covelh  after  the  prince  Christian  Friedrick  of  Den- 
mark, wlio  explored  Vesuvius  with  them ;  Amphodelite  from  awpi^  doiib/e,  and  uJeAm?,  spear,  the 
crystals  being  often  twinned  parallel  to  i-l ;  Latrohite,  after  C.  F.  Latrobe,  the  discoverer  of  the 
variety. 

For  recent  observations  on  cryst.,  see  Descl.  Min.,  i.  294  ;  Hessenb.  Min.  Not.,  No.  i.  6 ;  Websky, 
ZS.  G.,  xvi.  530  ;  Kokscharof.  Ball.  Ac.  St.  Pet.,  vii.  32G.  The  angles  given  are  from  Kokscha- 
rof,  whose  measurements  agree  closely  with  those  of  Marignac. 

Alt. — Z,mise?<e  N.  jSTordenskiuld,  Komonen,  Yerh.  Miu.  Ges.  St  Pet.,  1843,  112.  Considered 
altered  lepolite,  which  is  from  the  same  mirc  iu  Orrijiirvi,  Finland.  Occurs  in  large  crystals, 
n.  =  3-5;  G.  =  2  796  —2-83;  color  black  externallv.    The  name  is  sometimes  written  iindsayite. 

Sundcikde  A.  E.  NordenskiOld,  Bci-krifn.  FinL  Min.,  113,  1855,  and  Jahrb.  Min.,  1858.  Feld 
spar-like  in  form;  G.  =  2"70  ;  from  ]S[ordsundvik,  Finland.    It  is  regarded  as  altered  anorthite. 

Eosite  and  polyargiie  are  pinite-like  pseudoraorphs ;  see  Pixite. 

The  following  are  analyses  of  these  minerals:  1,  Komonen  (h  c);  2,  Hermann  (J.  pr.  Ch.,  xlvi 
393,  xlviii.  254);  3,  Bonsdorff  &  Ursin  (Ramm.  Min.  Ch.,  593): 

Si       ^1      3Pe     Fe     Mg     Ca    Na      K  H 
\.  Linseite       47-50    35-29    7-03    3-56   6*62=  100  Komonen. 

2.  "  42-22    27-55    6*98    2*00    8  85    2-53    3-(i0    7-00=100-13  Hermann. 

3.  Sundvikiie    44-82    80-70    8-69    1-48    6-81    6-78    3-38,  Mn  1-21  =  99  21  B.  &  U 

The  presence  of  little  hme  and  of  much  water  is  a  pecuharity  of  each  of  these  minerals. 

310A.  Cyclopite  ro?i  Walter shausen,  Yulk.  Gest.,  29-2,  1853.  Cyclopite  occurs  in  white  trans- 
parent glassy  crystals,  with  H.  =  6.  According  to  v.  Waltershausen,  in  crystallization  it  is  tri- 
clinic, like  anorthite  and  labradorite.  Analysis  afforded  him  (1.  c.)  Si  41-45,  'Al  29-83,  Fe  2*20,  Ca 
20-83,  Mg  0-66,  Xa  2'32,  K  1*72,  H  l-91  =  lu0-92.  It  coats  geodes  in  the  doleryte  of  the  Cyclopean 
islands  near  Catania. 

RIOB.  Barsowite  G.  Rose,  Pogg.,  xlviii.  567,  1839.  Massive,  of  a  granular  texture,  with  a 
nearly  perfect  cleavage  in  one  direction. 

H.  =  5-5  — 6.  G.  =  2'74— 2*752.  Lustre  more  or  less  pearly.  Color  snow-white,  subtranslu- 
cent.    Fracture  granular  or  splintery.    Optically  biaxial  (Descl.). 

Mean  of  three  analyses  by  Yarrentrapp  (Pogg.,  xlviii.  568):  Si  48'7l,  ^1  33-90,  Mg  1-54,  Ca 
15'29  =  99-44.  The  analysis  corresponds  to  the  oxygen  ratio  1:3-18:5-24.  B.B.  alone,  fuses 
only  on  the  edges  to  a  vesicular  glass.  Gelatinizes  easily  on  heating  with  muriatic  acid.  The 
mineral  is  probably  identical  with  anorthite.  Optical  characters  separate  it  from  scapolite.  Occurs 
in  boulders  in  the  auriferous  sand  of  Barsovskoi,  as  the  gangue  of  the  blue  corundum,  as  indian- 
ite is  the  gangue  of  the  corundum  of  the  Carnatic. 

31 OC.  Bytowxite  Thomson,  Min.,  i.  372,  1836.  Bytownite  is  a  greenish-white,  feldspar-like 
mineral,  occurring  in  boulders  at  Bytown,  Canada,  having  G.  =  2-801.  Thomson,  3-733,  Hunt.  It 
has  been  referred  to  anorthite,  although  the  analyses  give  the  oxygen  ratio  nearly  1:3:5,  as  in 
bar-=owite.  The  following  are  analvses  with  others  of  related  substances:  1,  Thomson  (1.  c);  2, 
T.  S.  Hunt  (Am.  J.  Sci.,  II.  xii.  213,  Phil.  Mag.,  lY.  i.  322);  3,  Tennant  (Rec.  Gen.  Sci.,  iii 
339);  4,  5,  T.  S.  Hunt  (Logan's  Rep.,  1863,  479);  6,  T.  Thomson  (Min.,  i.  384,  1836): 
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Si  ¥e  Mg     Ca  ^'a 

1.  Bytownite     (|)  47-57  29-65       3-57  0-40  9-06  7-60  l-98  =  99-83  Thomson. 

2.  "                47-40  30-45  Fe  0-80  0-87  14"i4  2-82  2*00,  K  0-38  =  9S'96  Hunt. 

3.  Bvtown            45-80  26-15  Fe  4-70  2-95  16-25    2-00  =  97-85  Tennant. 

4.  Yamaska          46  90  31-10       1-35  0-(^5  16  07  1-77  l-Oo,  K  0-58  =  99-42  Hunt. 

5.  Hunterstown     49  10  26-8o      o-80  tr.  14*67  und.  l-Ho  =  9S-96  Hunt. 

6.  Huromte           45-80  33-92  Fe  4-32  1-72  8-04    4-16=ii7-96  Thomson. 

The  specimen  for  anal.  2  was  a  greeuish-wliite  feldspathic  rock  from  a  boulder  near  Ottawa, 
haying  G.  =  2-73 — "a  portion  of  the  specimen  upon  which  Dr.  Thomson  based  the  species  lylov-n- 
ite.'''  That  of  3  was  from  the  same  region. but  is  not  called  bytownite  by  Tennant.  That  of  4  was 
a  feldspar  from  the  intrusive  dior\-te  of  Yamaska  mountain,  having  the  cleavage  surface  finely 
striated;  and  associated  with  hornblende  and  a  little  sphene;  G.  =  2-756 — 2-763.  That  of  5  is  a 
pale  sea-green  feldspar  from  a  boulder;  G.  =  2'695 — 2-703. 

Thomson's  huronite,  anal.  6  (1.  c),  is  an  impure  anorthite-like  feldspar,  related  to  the  above,  ac- 
cording to  T.  S.  Hunt  (priv.  contrib.);  excluding  the  4-16  p.  c.  of  water,  the  Si  would  be  47  p.  c. 
of  the  remainder.  Thomson  states  that  it  is  infusible.  He  also  says  that  his  bytownite  is  infus- 
ible, which  Prof  Brush  finds  is  not  a  fact. 

311.  LABRADORITE.  Labradorstein  (under  Feldspat)  Wern..  Ueb.  Cronst,  149,  1780, 
Bergiu.  J.,  375,  1789.  Pierre  de  Labrador  Forst,  Cat,  82,  1780;  de  Lisle,  Crist.,  ii.  497,  1783. 
Labrador  Feldspar.  Labrador  G.  Bose,  Gilb.  Ann.,  Ixsiii.  173,  1823;  Breith.,  Char.,  1823.  Lime 
Feldspar. 

Mornite  Tliom.,  Ed.  X.  Phil.  J.,  xiiu  1832.    SUicite  Tliom.,  Phil.  Mag.,  III.  xxii.  190,  1843. 
Saussurite  pt.    Radauit  Breith.,  B.  H.  Ztg.,  xxv.  87. 

Triclinic.    Observed  planes  :  O  ;  i-i ;  1,  /;  2-1 ;  1\  I' . 

Ik  7'=:121°  Zr  0  A  /'=113°  34'  i-i.  A  7=117°  30' 

0  A  R  ov.  2-r,=93  20  6^  A  2-2=98  58  i-i  A  7'  =  120  53 

O  A  ^'-T,  ov.  2-2,  =  86  40  0  A  1  =  125  28  i-i^  left.  A  2-z  =  90  20 

0  A  7=:11U  50  O  A  l'  =  122  42  7a  7,  in  twin.  =  125 

Angles  from  Marignac.  Eeuscli  o-ives,  as  a  mean  of  manv  measurements, 
0  A  i-i=S6°  20',  0  A  /'  =  114°  4',  t-i  A  7'=120°  43'.  Twins  :  (1)  composi- 
tion-face i-i ;  often  lamellar  from  repeated  composition  of  this  kind  ;  (  2  ) 
with  the  orthodiagonal  as  the  axis  of  revolution.  Cleavage  :  O  easv  ;  i-i 
less  so;  7  traces.  Also  massive  granular,  and  grains  cleavable  ;  sometimes 
crjptocrjstalline  or  hornstone-like. 

H.  =  6.  G.  =  2'6T— 2*76.  Lustre  of  0  pearly,  passing  into  vitreous; 
elsewhere  vitreous  or  subresinous.  Color  gray,  brown,  or  greenisli ;  some- 
times colorless  and  glassy ;  rarely  porcelain-white ;  usually  a  change  of 
colors  in  cleavable  varieties.  Streak  uncolored.  Translucent — subtrans- 
lucent. 

Comp.,  Var.— 0.  ratio  1:3:6;  S§i  +  AlSi-;  or  (iR'  +  f^lf  Si'  + f  Si ;  =,  if  1  S=f  Ca^iXa, 
Silica  52-9,  alumina  3(ro,  lime  12-3,  soda  4-5  =  100. 

Tar.  1.  Cleacahle.    (a)  'U'ell  crystallized  to  (b)  massive. 

Play  of  colors  either  wanring,  as  in  some  colorless  crystals  ;  or  pale  ;  or  deep  ;  blue  and  green 
are  tlie. predominant  colors;  but  yellow,  fire-red.  and  pearl-gray  also  occur.  By  cutting  very  thin 
slices  parallel  to  i-l  from  the  original  labradorite,  they  are  seen  under  the  microscope  to  contain, 
besides  striae,  great  nqmbers  of  minute  scales,  like  the  aventurine  oligoclase,  wliich  are  probably 
gOthite  or  hematite.  The  chatoyant  colors  may  be  heightened  in  their  eflect  by  these  scales,  but 
are  not  due  to  them  (p.  336). 

2.  Compact  massive,  or  cnjptocrystalline ;  Labrador ite-Fe^sHe.  The  color  sometimes  gray  to 
brownish-red ;  but  sometunes  porcelain-white.    Some  of  the  so  called  saussurite  is  here  included. 

A  variety  from  the  gabbro  of  Baste  m  the  Radau  valley,  Harz,  is  called  Radauite  by  Breithaupt. 
Breithaupt  refers  to  anal  2U ;  H.  =  5;  G.  =  2-766  — ■i-84u;  color  white  to  gray;  intercleavage 
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angle  93f°.  He  also  refers  here,  with  a  query,  a  feldspar  from  Rizzoni  in  the  Tyrol;  G.  of  a 
specimen  not  fresh  2"811. 

Analyses:  1,  Klaproth  (Beitr..  v\.  250,  3815);  2,  S.  v.  Waltershausen  (Yulk.  Gest.,  24,  1853); 
3.  4.  Lehunt  (Ed.  K  Phil.  J.,  1832,  July,  8t)) ;  5.  Hf  ughton  (Q.  J.  Sei.  Dublin,  v.  94) ;  6,  Tliomson 
(Pjiil.  Mag..  III.  1843,  190);  7,  Svanberg (Jahresb.. xxiii  285):  8.  Forehhamnier(J. pr.  Ch.. xxx, 385); 
9.  Damour  (Bull.  G  Soc,  vii.  88);  10,  11,  Kersten  (Pog-g.',  Ixiii.  123);  12,  Waage  (Eorh.  Yid. 
Christiania,  18G1,  177);  13,  Blomstrand  ((Efv.  Ak.  Stockholm,  296,  1854,  J.  pr.  Ch..  Lsvi.  158);  14, 
15.  G.  V.  Rath  (Pogg.,  xcv.  538);  16,  Streng  (Jahrb.  Min.  1864,  267);  17,  v.  Hath  (Pogg.,  xcv 
.'.55);  18.  C.  F.  Chandler  (Inaug  Diss.,  G(;tt.,  1856) ;  19,  Delesse  (Ann.  d.  M.,  lY.  xii.  251,  258) , 
20,  Eammelsberg  (ZS.  G.,  xi.  101,  Min.  Ch..  597):  21-23,  :^treng  (B.  H.  Ztg.,  xx.  2r)5,  xxiii.  53) ' 
24,  Segeth  (J.  pr.  Ch.,  xx.  253) ;  25,  Delesse  (h  c);  26,  Abich  (Ann.  Ch.  Phys.,  Ix.  332);  27,  28^ 
Waltershausen  (h  c);  29-33,  T.  S.  Hunt  (Phil.  Mag.,  lY.  i.  322,  ix.  354,  and  Rep  G.  Can.,  1851, 
and  1863,  479);  34,  Deville  (Et.  Geol.,  1848);  35,  A.  Schheper  (Am.  J.  Sci.,  11.  xi.  121);  36-40, 
V.  Hauer  (Yerh.  G.  Reichs.,  1867,  12,  14,  58,  59,  60): 


til 

^1 

3Fe 

IVlg 

Na 

K 

1.  Labrador 

5o*75 

20-50 

1-25 



11-00 

4  00 

2.  " 

53  75 

27-06 

0-99 

0-47 

9-58 

1  25 

7-53 

ii.  Campsie 

54-67 

27-89 

0-31 

0-18 

10-60 

5-05 

0-4  9 

4.  Glasgow 

52-34 

29-97 

0-87 



12-10 

3-97 

0-30 

5,  Scavig,  Ireh 

53-60 

29-88 

FeO-iO 

0-07 

11-02 

4-92 

0-80 

6.  Antrim,  Siliciie 

54-80 

28-40 



12-40 

7.  Dalarue 

52-15 

26-82 

1-29 

1-02 

9-14 

4-04 

1-79 

8.  Faroe 

52  52 

30-03 

1-72 

0-19 

12-58 

4-51 

9.  Berufiord,  Icel. 

52-17 

29-22 

1-90 



1311 

3-40 

10.  Egersund,  Norw. 

52-30 

29-00 

1-95 

0-15 

11-69 

401 

0-50 

11.  " 

52-45 

29-85 

1-00 

0-16 

11-70 

3-90 

0-60 

12.  Hitteroe 

51-39 

29-42 

2-90 

0-37 

9-44 

5-63 

110 

13.  Sweden 

53-82 

26-96 

1-43 

0-20 

11-20 

5-00 

1-34 

14.  Xeiirode,  Sil. 

52-55 

28-32 

2-44 

0-48 

11-61 

4-52 

0-64 

15.  " 

50-31 

27-31 

1-71 

0-78 

10-57 

4-81 

1-55 

16.  " 

48-54 

29-74 

0-94 

0-68 

15-14 

2-95 

1-37 

1 7.       "  Sauss. 

5(t-84 

26-00 

2-73 

0-22 

14-95 

468 

0-61 

18.  Zobten,  " 

51-76 

26-82 

1-77 

0-35 

12-96 

4-61 

0-62 

19.  Tyrol 

52-23 

27-73 

1-50 

0-93 

8-28 

7-38 

20.  Baste,  Harz,  Bad. 

51-CO 

29-51 

ir. 

0-28 

11-29 

3-14 

2-09 

21.  Ilfeld 

53-11 

27-27  re2-53 

0-91 

7-47 

6-09 

1-08 

22.  Harzburg,  crysi. 

50-60 

29-62 

2-13 

0-53 

13-86 

2-65 

1-21 

23.       "  Radauite 

50-65 

27-55 

0-15 

0-30 

1306 

2-53 

2-19 

24.  Kiew,  Russia 

55-49 

26-S3 

1  60 

0-15 

10-93 

3-96 

0-36 

25.  Greece 

53-20 

27-31 

1  03 

1-01 

8-02 

3-52 

3-40 

26.  Etna 

53-48 

26-46 

1-GO 

1-74 

9-49 

4-JO 

0-22 

27.      "  crysi. 

53-56 

25-82 

3-41 

0-52 

11  69 

4-0O 

0-54 

28.  " 

55-83 

25-31 

3-64 

0-74 

10-49 

3-52 

0-83 

-1^.  Drummond,  Can. 

,54-70 

29-80 

0-36 

ir. 

11-42 

2-44 

0-23 

3(».  Morin.  " 

54  20 

2910 

1-10 

0-15 

11-25 

undei. 

31.  Rawdon.  " 

54-45 

28-05 

0  45 

9-68 

6-25 

1-06 

32.  Chateau  Richer,  " 

55-80 

26  90 

1-53 

0-27 

9-01 

4-77 

0-86 

33.  :Montarville,  " 

53-10 

26-80 

1-35 

0-72 

11-48 

4-24 

0-71 

34,  Guadeloupe,  W.  1. 

54-25 

29-89 

0-70 

11-12 

3-63 

0-33 

35.  ^iaui,  Pacific 

53-98 

27  56 

M4 

1-35 

8-65 

606 

0-47 

36.  Illowa 

54-53 

27-37 

tr. 

9-62 

5-98 

1-81 

37.  Reesk 

55-63 

26-74 

ir. 

9-78 

5-08 

1-61 

38.  Deva 

53-74 

28-72 

tr. 

10-69 

4-95 

1-02 

39.  CzifFar 

51-72 

25-72 

4-51 

tr. 

9-66 

3-95 

1-02 

40.  Pereu,  Yitz. 

54-72 

27-39 

7-76 

6-66 

2-01 

H 

0-5  =  99-00  Klaproth. 
0-62  =  101-25  Waltersh. 

 =  V)9-19  Lehunt. 

 =  99-95  Lehunt. 

0-48  =  1(  0-97  Haughton. 

0-  60,  Fe4-0=100-2o  Th. 

1-  75  =  98-60  Svanberg, 
 =  101-55  Forchh. 

■  =99-80  Damour. 

 =99-60  Kersten. 

 =99-66  Kersten. 

0-71  =  100-96  Waage. 
 =99-95  Blomstrand. 

0-  62  =  101-18  Rath. 

2-  20  =  99-24  Rath. 

1-  02=100-38  Streng. 

1-  21  =  101-24  Rath. 
0-68=99-57  Chandler. 

0-  it5  =  100  Delesse. 

2-  48  =  99-79  Ramm. 
2-38  =  99-84  Streng. 

1-  22  =  101-82  Streng. 

2-  97=99-40  Strong. 
0-51  =99-83  Segeth. 
2-51=1110-63  Delesse. 
0-42,  Jin  0-89  =  98-«l0  A. 
0-95=100-48  Waltersh. 

 =100-35  Waltersh. 

0  40  =  99-35  Hunt. 
0-40=96-. 0  Hunt. 
0-55=100-49  Hunt. 
0-45  =  99-59  Hunt. 

0-  60  =  99-00  Hunt. 

 =99-92  Deville. 

 =99-21  Schlieper. 

1-  21  =  100-52  Hauer. 
1-07  =  99-91  Hauer. 

1-  36  =  100-48  Hauer. 

2-  26=98-84  Hauer. 
0-55  =  99-09  Hauer. 


In  anal.  2,  G.  =  2-G40;  anah  5,  from  doleryte,  of  meteoric  origin;  anal.  6,  G.  =  2-6fi6;  8,  G.= 
2-68;  9,  G.  =  2-709,  trap,  ywh. ;  10,  G.  =  2-71,  brown,  massive;  11,  G.  =  2-72,  with  blue  opales- 
cence; 12,  G.  =  2-72;  13,  G.  =  2-68,  between  Lund  and  Christianstadt ;  14,  G.  =  2-715,  hyper- 
sthene  rock,  bh.-gy. ;  15,  G.  =  2-7o7j  gabbro,  bh.-gy. ;  16,  0.  ratio  1  :  2i  :  4^  or  1^ :  3^  :  6.  gabbro  ; 
17,  G.  =  2-998,  color  porcelain-white;  18,  snow-white,  gnh.-w..  little  lustre,  strp.  with  uralite ;  19, 
in  "  melaphyre,"  between  Botzon  and  Collman,  pale  gyh.-gu.  ;  20,  G.  =  2-817,  gabbro;  21,  G,  =  2-6, 
in  porphyryte,  22,  from  gabbro;  23,  ib.,  massive;  25,  G.  =  2-883,  in  "porphyry,"  Southern Morea; 
27,  G.=2-618;  28,  G.=2  633;  29,  G.  =  2-697,  lavender-blue  cleavable  feldspar,  from  a  boulder, 
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30,  0.  =  2-684  — 2-i;9o,  bluish  opalescent,  cleavable  ;  31,  G.  =  2-67,  bh.-white,  in  trap  rock;  32,  G.-- 
2*68.  pale  bh.-  or  guh.-gy.,  lustre  ol"  cleavage  surfaces  vitreous,  elsewhere  waxy;  3:^,  G.  =  2-'73— • 
2-74,  from  basalt;  34,  in  trachytic  doleryte,  central  peak;  35,  glassy  colorless  crystals;  36-40 
fr.  Hungary,  in  trachyte ;  3(i,  G.=2-G36;  :^S,  G.  =  2-598  ;  39,  G.  =  2-678:  40,  G.  =  2-637.  Anai. 
3G-39  give  the  0.  ratio  I  :  3  :  7,  intermediate  laetween  labradorite  and  andcsite. 

Pyr.,  etc. — B.B.  fuses  at  3  to  a  colorless  glass.  Decon)poried  with  difficulty  by  muriatic  aciJ, 
generally  leaving  a  portiou  of  undecomposed  mineral. 

Obs. — Labradorite  is  a  constituent  of  some  rocks.  (1)  The  cleavable  mineral,  along  wiv'i 
hornblende,  composes  a  granite  like  variety  of  diabase,  or  a  rock  resembling  dioryte.  Imt 
having  labradorite  as  the  feldspar.  (2)  If  the  horublendic  constituent  is  a  dark  lanu'llur  variety 
of  either  hornblende  or  joyroxene,  or  the  specicr^  liypersthene,  the  rock  is  calk'd  lajp^ryft  (or  hy]jer- 
stheiiy  te).  (3 )  If  the  horublendic  mineral  is  a  light  lamellar  pyroxene  (diallage !.  the  rock  is  called 
gabbro.  (4)  If  the  hornblende  and  labradorite  constitute  a  homogeneous  line-grained  compact 
mass,  the  rock  is  called  aniphiholyte  or  diabase;  and  (5)  if  the  diabase  contains  disriuct  crystals  of 
porphj^ry,  it  is  a  diabase  porj^hyry,  the  green  porphyry  or  oriental  verd-antlque  of  Greece  (anal. 
25)  being  of  this  nature.  (G)  The  crypto-crystalline,  or  felsite  variety  of  labradorite,  occurring 
occasionally  in  connection  with  some  of  these  rocks,  has  been  called  incorrectly  saussuriie  and 
jade  or  nephrite.    The  above  are  labradoric  metamorphic  rocks. 

There  are  also  the  following  labradoric  mtrusire  rocks.  (7)  Doleryte,  consisting  of  labradorite 
and  pyroxene,  with  generally  some  magnetite — a  rock  which,  on  the  one  hand,  may  be  light-col- 
ored crystalhne  or  granitoid,  and  on  the  other,  dark-colored  compact  massive,  either  porphyrito 
or  not,  sometimes  crypto-crystalline,  and  also  a  cellular  lava ;  it  includes  much  of  the  so-called 
trap,  greenstone,  and  amygdaloid.  yH)  Basalt,  similar  to  doleryte  in  structure,  colors,  and  varieties, 
but  containing,  in  addition  to  labradorite  and  pyroxene,  chrysolite  in  disseminated  grains.  Dole- 
rytic  and  basaltic  lavas  are  the  most  common  of  volcanic  rocks.  (^)  Labradorite  also  occurs  in  other 
kinds  of  lava,  and  is  sometimes  found  in  them  iu  glassy  crystals,  as  iu  those  of  Etna  and  Vesuvius. 

The  labradoric  metamorphic  rocks  are  most  connnon  among  the  formations  of  the  Azoic  or  pre- 
Silurian  era.  Such  are  part  of  those  of  British  America,  northern  Xew  York.  Pennsylvania,  Arkansas ; 
those  of  Greenland,  Norway.  Finland,  Sweden,  and  prol)ably  of  the  Yosges.  Being  a  feldspar 
containing  comparatively  httle  silica,  it  occurs  mainly  iu  rocks  which  include  little  or  no  quartz 
(free  silica). 

Many  foreign  localities  are  mentioned  above. 

On  the  coast  of  Labrador,  labradorite  is  associated  with  hornblende,  hypersthone.  and  magnet- 
ite. It  is  met  with  in  place  at  Miile  Isles,  Chateau  Richer,  Rawdon,  Morin.  Al)crcronibie,  and 
elsewhere,  in  Canada  East ;  and  iu  boulders  at  Drummond  and  elsewlKTc.  Canada  Y'est.  It 
occurs  abundantly  at  Essex  Co ,  N.  Y. ;  large  boulders  are  met  with  in  the  towns  of  Moriah, 
Newcomb.  M'Intyre,  Westport,  and  Lewis.  X.  Y. ;  also  occasionalh^  iu  Grange,  Lewis.  St.  Law- 
rence, Warren,  Scoharie,  and  Green  Cos.  In  Puiuisylvania,  at  Mineral  Ilill,  Chester  Co.,  and  op- 
posite Xew  Hope,  Bucks  Co. ;  iu  the  Witchita  Mts.,  Arkansas. 

Siiicite  and  mornite  are  from  Antrim,  Ireland. 

Labradorite  was  first  brought  from  the  Isle  of  Paul,  on  the  coast  of  Labrador,  by  Mr.  Wolfe, 
a  Moravian  raissionarj^,  about  the  year  17  70,  and  was  called  by  the  early  mineralogists  Labrador 
stone  [Labradorslein),  and  also  chatoyant,  opaline,  or  Labrador  feldspar.  Klaproth's  analysis 
above  (Xo.  1 )  was  the  first  one  made  (in  1815). 

Labradorite  receives  a  fine  polish,  and  owing  to  the  chatoyant  reflections,  the  specimens  are 
often  highly  beautiful    It  is  sometimes  used  in  jewelry. 

Alt. — Labra<lorite,  liice  anorthite,  appears  to  undergo  alteration  with  considerable  faciUt}',  it 
losing  lime  through  infiltrating  carbonated  or  alkaline  waters,  aud  receiving  water.  In  some 
cases,  also,  it  has  received  considerable  iron.  The  following  analyses  appear  to  be  of  specimens 
of  this  altered  labradorite.  The  results  are  remarkable  for  either  the  small  proportion  of  Idm 
or  large  proportion  of  iron,  or  the  same  of  potash  or  of  v:ater,  each  of  which  may  be  regarded  as 
an  indication  of  alteration  Analysps :  1-4,  Delesse  (1,  Ann.  d.  M.,  IV.  xii.  200;  2,  ib..  xvi.  342; 
3,  Ann.  Oli.  Phys.,  IIL  xl.  271;  4,  Ann.  d.  M.,  IV.  xvi.  324);  5,  Metzger  (Jahrb.  Min.,  1850, 
683);  6.  V.  Rath  (ZS.  G.,  ix.  246);  7,  Delesse  (Ann.  d.  M.  IV.  512);  8,  T.  S.  Hunt  (Rep.  G.  Can., 
1863,  479) : 


Si 

Xl 

Pe 

Mg 

Xa 

K 

h: 

Bclfahy,  Yosges 

52-89 

27-39 

1-24 

5-89 

5-29 

4-58 

2-28, 

Mn  0-30  =  99-86  Delesse. 

2. 

P  Jean,  " 

53-05 

28-66 

1-00 

1-51 

6-37 

4-12 

2-80 

2-40: 

=  99-91  Delesse. 

3. 

Vosgile  " 

49-32 

30-07 

0-70 

1-96 

4-25 

4-85 

4-45 

3-15. 

Mn  0-60  =  99-35  Delessa 

4. 

Odern 

55-23 

24-24 

l-Il 

1-48 

6-86 

4-83 

3-03 

3-05: 

=  99-83  Delesse. 

5. 

Clansthal 

54-44 

25-50 

5-33 

8-05 

2  11 

0-12 

3-65: 

=  90-20  Metzger. 

6. 

Graubtindten 

53-92 

21-51 

4-16 

1-26 

9-41 

5-57 

1-59 

2-76: 

=  100-18  Rath. 

7. 

Oberstein 

53-89 

27-66 

0-97 

8-28 

4-92 

1-28 

3-UO: 

=  1 00  Delesse. 

8. 

Mt.  Royal,  Can. 

53-60 

25-40 

4-60 

0-86 

3-62 

undtt. 

0-80 

Hunt. 
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No.  1  is  from  a  porphjTitic  rock,  G.=:2'719;  2,  from  dioryte;  3,  the  vosgite,  from  a  porphyry 
G.  =  2-77l,  color  whitish,  sometimes  shghtiy  greenish  or  bhiish,  histre  greasy  or  pearly;  4,  from 
the  euphotide  of  Odern  iu  Elsace ;  5,  from  au  altered  diabase-porphyry ;  6,  from  a  gabbro,  and 
remarkable  for  its  high  specific  gravity,  G.  =  2-840;  7,  from  a  porphyritic  amygdaloid,  a  colorless 
and  translucent  variety,  with  G.  =  2-(i-i2;  8,  from  a  basalt  (or  chrysolitic  dolerytei,  "with  a  small 
admixture  of  augite."    Labradorite  also  occurs  changed  to  calcite  (Tschermak). 

Artif. — Hausmaun  (Beitr.  Eisenhocliofenschlacken,  81)  has  referred  to  labradorite  crystals  dis- 
tributed through  the  mass  of  the  slag  of  a  furnace  at  Yeckeshagen,  which  wore  an  inch  long,  but 
not  well  formed;  had  two  cleavages  at  right  angles  to  one  another,  with  H.  =  6,  G.  =  2-:-!5;  was 
fusible  B.B.,  but  insoluble  in  muriatic  acid;  and  aflbrded  iSi  66-2,  Al  lU'4,  Oa  2 TO,  Fe  1*9,  Mx\ 
0-1  =  99-6. 

Globules  of  the  Yariolyte  of  Durance.  These  concretionary  globules  are  often  half  an  inch  or 
more  in  diameter,  grayish-green  in  color,  compact  in  texture,  Avith  G.  =  2-92;3.  A  specimen  from 
a  locality  south  of  Mt.  Genevre,  near  Briangou,  aflbrded  Delesse  (Ann.  d.  M.,  lY.  xvii.  116): 

Si  ^1         Pe         €r       Mn      Mg        Ca        Na         K  ign. 

56-12       17-40       7-79       0-51       tr.       3-41       8-74       3-72       0-24       l-93  =  99-86 

Carnatite.  A  feldspar,  described  by  Beudant,  occurring  at  the  localities  of  corundum  and 
indianite  in  the  Caruatic,  India,  is  pronounced  by  Breithaupt  and  von  Kobell  to  be  labradorite. 

■  312.    ANDESITE.     Andesin  Alich,  Jahresb.,  xxi.  167,  1841.     Pseudoalbit.  Saccharit 
Glocker,  J.  pr.  Ch.,  xxxiv.  494,  1845. 

Triclinic.  Approximate  angles  from  Esterrel  crystals  (Descl.) :  0  Ni-i^ 
left,  87^-88°,  Oa/=111°-112^  0  A /^=115°,  7a /-i=119°-120°, /'A^'-z=: 
120°,  6>  A  2-2=101°-102°.  Twins:  (1)  composition-face  (2)  double 
twins,  made  up  of  two  twins  of  the  kind  in  \  \)^  one  of  them  reversed,  so 
that  there  are  4  planes  /  in  front,  and  at  each  end  there  are  the  planes  O 
and  2-z ;  (3)  double  twins,  like  the  last,  but  one  of  the  parts  turned  around, 
so  that  there  are  reentering  angles  between  two  faces  0  and  two  and 
four  planes  /  in  front.  Cleavage  more  uneven  than  in  albite.  Also  gran- 
ular massive. 

H.  =  5-6.  G.  =  2-61— 2-74;  from  the  Andes,  2-61— 2-74;  of  saccharite, 
2-06— 2-69;  from  the  Yosges,  2-65— 2-68 ;  2-()68,  Canada,  Hunt.  Color 
white,  gray,  greenish,  yellowish,  flesh-red.  Lustre  subvitreous,  inclin- 
ing to  pearly. 

Comp. — 0.  ratio  1:3:8,  but  varying  to  1:3:  7.  Perhaps  only  a  mixture  of  labradorite  with  a 
soda-feldsi^ar.    Formula  {\  (Ca,  Na)^+|^l)^  Si^+3  Si;  or  with  half  the  excess  of  silica  basic. 

Analyses:  1,  Abich  (Pogg ,  li.  523);  2,  3,  Raramelsberg  (5th  SuppL,  48);  4,  Jacobsou  (Ramm. 
Min.  Ch.,  607);  o,  Deville  (Ann.  Ch.  Phys.,  III.  xl  283);  6-^),  Delesse  (Mem.  Soc.  d'Em.  du 
Doubs,  Ann.  d.  M.,  V.  iii.  374);  10,  Varrentrapp  (Pogg.,  hi.  473);  1 1,  Schmidt  (Pogg.,  Ixi.  385);  12, 
"Waltershausen  (Vulk.  Gest.,  24);  13,  Laspeyres  (ZS.  G.,  xviii.  329);  14,  15,  v.  Rath  (ZS.  G.,  xvl. 
249);  16-19,  T.  S.  Hunt  (Rep.  G.  Can.,  186x,  478);  20,  Franke  (Ramm.  Min.  Ch.,  609);  21,  22, 
T.  S.  Hunt  (1.  c);  23,  24,  v.  Hauer  (Verh.  G.  Reichs.,  1867,  13,  81);  25,  26,  Sommaruga  (Jahib, 
G.  Reichs.,  xvi.  397,  18(36);  27,  A.  Strong  (Jahrb.  Min.  1867,  537): 


Si 

^1 

3Pe 

Mg 

Oa 

Na 

K 

II 

1. 

Marmato 

59-60 

24-18 

1-58 

1-08 

5-77 

6-53 

1-08 

 =99-92  Abich. 

2. 

60-26 

25-01 

ir. 

0-14 

6-87 

7-74 

0-84 

 =10(1*86  Ramm. 

3, 

u 

58-32 

26-52 

tr. 

0-1 1 

8-18 

5-27 

2-36 

0-60  =  101-30  Ranwn. 

4. 

(( 

6014 

25-39 

0-87 

0-53 

7-93 

7-99 

1-66 

 =104-51  Jacobson. 

5. 

H 

63-85 

2405 

0-38 

5-04 

5-04 

0-88 

0-76  =  l(iO  Deville. 

6. 

Yosges,  vMte 

58-92 

25-05 

0-41 

5-64 

7-20 

2-06 

1-27  =  99-55  Delesse. 

7. 

rtd 

58-91 

24-59 

0-99 

0-39 

4-01 

7-59 

2-54 

0-98=100  Delesse. 

8. 

Chagey 

59-95 

24-13 

1-05 

0-74 

5-65 

5-:;9 

0-81 

2-28  =  100  Delesse. 

9. 

La  Bresse 

58-55 

25-26 

0-30 

l-3() 

5-03 

6-44 

1-50 

0-91=99-29  Delesse. 

10. 

Silesia 

58-41 

25-23 

0-41 

6-54 

9-39 

 =99*98  Varrentrapp, 

11. 

Saccharite 

58-93 

23-50 

1-27 

0-56 

5-67 

7-42 

005 

2-2 1,  Ni  0-39=100  Schmidt 
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Si 

^1 

3Fe 

Ms- 

Ca 

Na 

K 

12. 

Iceland,  cry  si. 

60-29 

23-75 

3-21 

0-64 

6-29 

5-70 

0-87 



=  100-75  Waltershauscn 

13. 

Niederincndig- 

57-29 

26-78 

tr. 

0-28 

8-01 

G-84 





=  09-20  Laspeyres. 

14. 

St.  ValeDtino 

56-79 

28-48 



8-56 

6-10 

0-34 

0-24 

=  100-51  Ratn. 

15. 

a 

ss-is** 

2(3-55 

0-06 

8-G6 

-28] 

0-30 

=  100  Rath. 

10. 

Chateau  Richer 

59-80 

25-;;9 

0-60 

Oil 

7-78 

5-14 

1-00 



=  99-82  Hunt. 

17. 

u 

59-55 

25-(l2 

0-75 

tr. 

7-73 

5-09 

(1-96 

0-45 

=  10(1-15  Hunt. 

IS. 

u 

57-20 

26-40 

0-40 



8-34 

5-83 

0  84 

0-20 

=  99-G(;  Hunt. 

19. 

11 

58-50 

25-80 

1-00 

0-20 

8-06 

5-45 

1-16 

0-4O 

=  100-57  Hunt. 

20. 

u 

58-38 

23-86 

1-18 

0-10 

7-83 

6-05 

1-68 

1-03 

=  ln0-ll  Franke. 

21. 

St.  Joachim 

57-15 

27-10 

5-38 

0-79 

0  -U 

=  tl9-75  Hunt. 

2  2. 

Lachuto 

58-15 

26-0'.) 

0-50 

0-16 

7-78 

5-55 

1-21 

0-45 

=  V)9-89  Hunt. 

28. 

Naoy-Sebes 

57-20 

25-12 

ir. 

6-96 

7-28 

1-87 

1-68 

=  100-11  Hauer. 

24. 

Cziilar 

60-10 

17-62 

7-03 

1-85 

2-24 

4-01 

3-82 

2-11 

=  98-78  Hauer. 

25. 

Kussahora,  hk. 

57-70 

20-79 

8-35 

1-71 

5-45 

tr. 

3-99 

3-84: 

=  101-83  Sommaruga, 

26. 

bk. 

58-21 

22-22 

7-30 

0-73 

5-18 

tr. 

3-96 

2-75: 

=  10o-35  Sommarug-a. 

27.  KyffhauserMts. 

59  16 

25-97 

1-04 

0-03 

9-23 

3-91 

0-47 

0-68, 

Ba,  Sr  ^/•.  =  100-19  Str. 

*  Probably  some  mixed  quartz. 


In  anal.  1,  G.  =  2-733;  2,  G.  =  2-674;  3,  G.  =  2-68- 2-6S8  ;  4,  G.  =  2-679;  5,  G.  =  2-61 ;  6,  from  Ser- 
vaoce,  G.  =  2-683  ;  7,  fr.  CoraviUers,  G.=3-651;  8,  G.  =  2-736;  12,  G.  =  -2-65;  14,  " tonalyte,"  fr. 
Tyrol,  G.  =  2-6V'5;  15,  G.  =  2-676;  16,  G.  =  2-688;  18,  lavender-blue,  subtransp.,  cleavable,  curved 
surlaces;  19,  gnh.  base  of  preceduig,  graiuilar;  21,  in  a  boulder;  22,  G.  =  2-687;  23,  G.  =  2-585; 
25,  G.  =  2-S53;  26,  G.  =  2-607;  27,  in  dioryte,  G.  =  2-69.  Other  analyses:  v.  Rath,  ZS.  G.,  ix 
259. 

Of  these  analyses  aU  but  ISTo.  5,  by  Deville,  afford  rather  closely  the  oxygen  ratio  1:3:8.  No. 
5  gives  0-80 :  3  :  8-91.  Nos.  24  to  26  have  part  of  the  alumina  replaced  by  iron,  and  probably  in 
consequence  of  alteration,  as  the  blacli  color,  little  soda,  and  much  potash  would  indicate. 

Pyr.,  etc. — Andesice  fuses  in  thin  splinters  before  the  blowpipe.  Saccharite  melts  only  on  thin 
edges  ;  with  borax  fcrms  a  clear  glass.    Imperfectly  soluble  in  acids. 

Obs. —  Occurs  in  the  Andes,  at  Marmato,  as  an  ingredient  of  the  syenite-like  rock  called  aade- 
syte;  in  the  porphyry  of  I'Esterel,  Dept.  of  Var,  France;  in  the  syenite  of  Alsace  in  the  A'osges ; 
white  at  Servancc,  red  at  CoraviUers;  in  the  porphyry  near  Chagey,  Haute  Saune ;  at  Vapnetiord, 
Iceland,  in  honey -yellow  transparent  crystals  (anal.  12);  at  Baumgarten  in  Silesia  (anal.  10);  in 
the  Tyrol,  south  of  Tonale,  in  Mt.  AdameUo,  in  a  granite-like  rock  called  ioualyie,  consisting  of 
this  feldspar,  according  to  v.  Rath,  with  much  quar'tz,  some  orthoclase,  biotite,  and  hornblende. 

Saccharite  is  granular  massive,  with  traces  of  cleavage  in  one  direction,  occurring  in  veins  in 
serpentine  at  the  chrysoprase  mines  near  Frankenstein,  in  Silesia. 

In  Xorth  America,  found  at  (Chateau  Richer,  Canada  (anal  16-20),  forming  \v\t\i  hj^ersthene  and 
ilmenite  a  wide-spread  rock  ;  color  ilesh-red. 

Ait.  — The  foUowing  are  analyses  of  altered  andesite  in  addition  to  24  to  26  above:  1,  Ran> 
melsberg  (Min.  Cli.,  6(i8);  2-1,  Deville  (Bull.  Geol.  Fr.,  II.  vi.  410);  5,  Francis  (Pogg.,  lii.  47 1). 
Ko.  2  is  of  the  mass  of  a  crystal,  2 A  of  the  interior,  2B  of  the  exterior  portion : 


gi 

Xl 

Fe 

Mg 

Ca 

Xa 

K 

H 

1.  Esterrel  Mts. 

58-32 

26-52 

on 

8-18 

.^•27 

2-36 

0-6  )=  101 -36  Ramra. 

2.  " 

59-07 

26-67 

0-58 

7-9o 

4-9.-) 

ir. 

0-77=  ItKi  Dtville. 

2A.  " 

57-01 

28-ti5 

0-39 

7-53 

5-47 

0-12 

1-43=^1 00  Deville. 

2B.  " 

52-42 

24-78 

0-51 

15-(t2 

5-10 

01 4 

2-Oo=  100  Deville 

3.  Hungary 

53  92 

26-ti9 

1-2.) 

1-68 

6-98 

4-n2 

1-20 

r4it,  C  2-93  =  1.)  »-02  Deville. 

4.  Marmato 

68-11 

28-16 

1-52 

5-35 

5-17 

0-44 

1-25  =  10U  Deville,  G.  =  2-02. 

i).  Popayau 

56-72 

26-52 

0-70 

9-38 

6-19 

0-80 

 =10 1-31,  Francis;  G.  =  2-04. 

The  oxygen  ratio  for  1  is  1  :  3  :  7-5  ;  2,  0-9:3:  7-5  ;  2  A,  0-84  :  3  :  7-.t ;  2B.  1-5  :  3  :  7-3  ;  3, 
0  9  :  3  :  6-9  ;  4,  0-8  :  3  :  7*2  ;  5,  1:3:  7-2.  The  mineriil  of  the  Esterrel  Mts.,  near  Frejus  in  south- 
ern France,  occurs  in  a  rock  called  porphyry.  DeviUe's  analyses  leave  no  doubt  as  to  the  altera- 
tion. The  analysis  by  v.  Rath  (Xo.  1-1,  above)  also  gives  nearly  the  ratio  1:3:7;  and  the 
next,  1  :  3  :  7L   No.  4,  from  Marmato,  contains  14  p.  c.  of  carbonate  of  lime. 

Deville  takes  the  ground,  as  a  result  of  his  analyses,  that  all  andesite  is  altered  ollgoclase,  the 
oxygen  ratio  of  which  is  1  :  3  :  9 ;  and  the  same  result  was  earlier  suggested  by  G.  Rose  and 
Bischof.    Deville's  analyses  of  the  Marmato  andesite  gave  him  nearly  the  oligoclase  ratio. 

Andesite  changes  also  to  kaolin.  That  of  La  Bresse,  studied  by  Delesse,  is  in  part  in  this 
Cundition,  being  soft  and  crumbhng ;  and  in  part  less  changed  and  of  a  reddish  color. 
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313.  HYALOPHANE.    Hjaloplian  y.  Waliershausen,  Pogg.,  xciv.  134,  1S55,  c.  548. 

Munoeliiiic,  like  ortlioclase,  and.  angles  nearly  the  same.  Observec 
planes:  0  ;  vertical  planes,  /,  i-i^  i-s;  liemidomes,  l-i^^-i;  clinodonie,  2-1 
6'(I)y  cale.)  =  64°  10'  /A  7=118°  41',  lAi-\  =  120°  36',  'O  Al-i=mf  o6i\ 
/a  1-/=  111°  55'.  Cleavage:  0  perfect,  somewhat  less  so.  In  small 
oi'vstals,  single,  or  in  gronps  of  two  or  three. 

11.  =  0  —  6-5.  G.  =  2-80,  transparent ;  2*905,  translucent.  Lustre  vitre- 
ous, or  like  that  of  adularia.  Color  white,  or  colorless  ;  also  flesh-red.  Trans 
parent  to  translucent. 

Comp.— 0.  ratio  for  K,  Si=l  :  8  :  8;  formula  (i  (]5a,  K)^+f  ^l)*SP+3  Si,  or  like  andesite 
aucl  leucite.  except  that  the  protoxjds  are  mainly  baryta  and  potasli. 

Analyses:  1,  Uhrlaub  (Pogg.,  c.  548);  2.  same,  the  impurity,  sulphuric  acid  and  part  of  baryta 
as  sulphate,  being  removed;  8.  Stockar-Escher  (Kenng.  Uebers.  185^-57,  lo7) ;  4,  Petersen 
(Jahrb.  Min.  18G7,  102);  Igelstrom  (CEtv.  Ak.  Stockh.  1867,  J.  pr.  Ch.,  ci.  434):  " 


Si  ^1  Mg  Ca  fia  Na  K 

1.  Binnen                  45-65  19-14  0  73  0-77  21  33  0-49  8-23 

2.  "  51-30  21-50  0-84  0-87  15-1 1  0-55  9-25 
8.      "                       52-67  21-12  0-04  (>-46  15  05  2-14  7-82 

4.  "                       51-84  22-08  0-10  0  65  14-S2  10-03 

5.  Jakobsberg,  Swed.  51-14  22-86  3-10  4-28  9  56  [9-U6] 


H 

0-54 
0-58 
0-58 
0-48 


S 

4-12=101  Uhrlaub. 

 =10i»  Uhrlaub. 

 =99-88  St.-E. 

 =100  Petersen. 

 =lO0lgelstr'm. 


Anal.  2  gives  the  0.  ratio  1 :  2-6  :  7,  and  8,  1  : 2  8  :  7.-8;  and  4  agrees  well  with  No.  3.  Xo. 
5  contains  less  baryta  and  more  hme. 

Pyr.,  etc. — B.B.  fuses  with  difficulty  to  ablebby  glass.   Unacted  upon  by  acids. 

Obs. — Occurs  in  a  granular  dolooiite,  along  with  white  barite,  greenisli  tourmaline,  mica,  real- 
gar, dufrenoysite,  and  sphalerite,  near  Imfeld,  in  the  valley  of  Bhnien  in  the  Valais,  in  crystals  2 
or  three  lines  long,  and  rarely  larger ;  also  at  the  manganese  mine  of  Jakobsberg  in  Sweden,  in 
limestone  with  a  manganiferous  epidote  (p.  28:-i),  looking  much  like  common  flesh-red  orthoclase. 
A  mass've  Variety  accompanies  it.  containing  accord  ng  to  Igelstrom  (I.  c.)  Si  50-90,  Al  -21-09,  Ca 
13-30,  Ba  3-5u,  alkalies,  Mg  and  Mn,  11-21  undetermined. 

314.  OLIGOOLASE.    Xatron-spodumen  Arsb,  IfO,  lS24=Soda-spodumene.  Oligoklaa 

Brelth.,  Pogg.,  viii.  79,  1826.  Ilafuef jordit,  Kalkoligoklas,  Forchhammer,  Skand.  Nat.  samui 
i  Stockholm,  July,  1842.    Aventurine  Peldspar=Sunstone  pt. 


Triclinic.    Observed  planes  (see,  for  position,  the  table  under  anorthite  or 


albite) :  0  ;  2-1,  i-i,  2-1' 

t-S    5    1-0  . 
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-2  12 


1; 


-2\  I\2\ 


In  /'=rl20°  42'  0  A  1  =  123°  51' 

O  A  i-i,  o\\  2-z',=:93  50  0  A  l'  =  121  15 


O  A  i-i,  ov.  2-1, 
0  A  1=110  55 
0  aT  =  1U  40 
(9  A2-r=136  23 
0  A  2-2=132  40 


86  10  6>  A  l-z=127  6 

0  A  2-1,  ov.  1-'7,  =  9T  22 
i-l  A  /'=120  24 
f2  A  7=118  54 
1'  A  ^'-3'=150  30 


/A  2-5  =  147  30 

Cleavage :  0,  i-i,  perfect,  the  latter  least  so. 
Twins:  similar  to  those  of  albite.    Also  massive. 
lI.  =  6-7.   G.  =  2-56-2-72;  mostly  2-65-2'69. 
Lustre  vitreo-pearly  or  waxy,  to  vitreous.    Color  usually  whitish,  with  a 
faint  tinge  of  grayish-green,  grayish- white,  reddish- white,  greenish,  reddish  ; 


rXISILICATES. 
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sometimes  aventurine.  Transpcirent,  subtraiislucent.  Fracture  conclioidal 
to  uneven. 

Comp,  Var.— 0.  ratio  !  :  3  :  9;  (i(Xa,  Cal^'+f  3^1/  Si'+3|  Si;  or  else  with  half  the  excess 
of  silica  basic  taking  Ji  as  soda  aioiie,  Silica  62'1,  alumiua  2'61,  soda  14"2=]U0.  Part  ot  the 
soda  is  replaced  by  lime. 

Var.  1.  CicavaUe;  in  crystals  or  massive. 

2.  Compact  i/ias-^ive ;  oi ujoclase-fehite  ;  includes  part,  at  least,  of  the  so-called  compact  feldspar  or 
/e/577e,  these  consisting  of  the  feldspar  in  a  compact,  either  tine  granular  or  liint-lik (J  >^  it'        '  'uiiig 
free  sdica  disseminated  througli  tiie  mass,    lutlio^e  hei'c  included,  the  feldspai-  :~  >; 
and  it  is  often  Uitticult  to  distinguish  them  from  alhiit-fdsitt.    See  under  ALini'E  t'.'L  :  ,    i  -  , 

Avent'iriue  oiKjociase,  or  bUndont.  f'olor  grayish-white  to  reddi.sh-uray.  iisnaii}  V.u:  iattcr, 
with  internal  yellowish  or  reddish  hre-like  reiiections  proceeding  I'rom  disseminated  cn'stuls  of 
probably  either  hematite  or  gothite. 

Much  oligoclase  has  a  faint  greenish  tinge  and  pearly  lustre,  in  which  it  somewhat  resembles 
spodumene,  whence  the  name  soda-spodn mtue.  Only  the  oligoclase  of  lavas  or  truchviic  rojks 
has  G^.  below  2-6.  Ilafnefiordiie  (anal.  30)  contains  the  protoxyds  of  an  andesite  or  luMradorite, 
and  may  not  belong  here. 

4.  Aluoastuiit  pt.    A  whitish  opalescence. 

Analyses:  1,  2,  Berzelius  (Jahresb.,  iv.  147,  xix.  302);  3.  L.  Svanberg  (CEfv.  Ak.  Stockholm., 
iii.  Ill);  4,  R.  Hagen  (Pogg..  xliv.  329);  5,  Resales  (Pogg.,  Iv.  lU'.i);  i;,  i-'rands  (Pogg.,  lii.  470;; 
7.  Bodemann  (Pogg.,  Iv.  1  Tu) ;  8,  Jevreinof  (B.  H.  Ztg.,"  i «5:-;,  Xo.  12;;  9,  Chodnef  U  ogg.,  IxL 
89n);  10,  Jevreinof  (L  c.) ;  11.  Scheerer  (Pogg..  Ixiv.  1 53) ;  PJ,  13,  Kersten  (  J.  pr.  Ch..  xrxviL 
173.  Jaln-b.  Min.  1845,  f.53) ;  U,  v.  Hauer  iJahrb.  G  Reiclis.,  iv.  830);  Del-sse  lAuii  d.  IM., 
lA'.  xix.  149);  16.  Kerndt  (J.  pr.  Ch.,  xhii.  218);  17.  AVolft^  (J.  pr.  Ch.  xxxiv.  2:;ii:  Is  Ui.i.iin.-ib- 
berg  (Pogg,  Ivi.  617);  19,  v.  Rath  (ZS.  G.,  ix.  2lM3,  ;  20,  Deiesse  (Ann.  Ch,  1  hy<..  iil.  xxa'.); 
2l."Seneca  (G.-Beschr.  Baden,  1861-02);  22.  Deiesse  (Bull.  G.  Soe.,  11.  vii.  3i.i);  2.j.  La:irLHit 
(Ann.  Ch.  Phys.,  lix.  108);  24,  Damour  (Ramm.  5th  Supph,  178);  25-i%  llaughtou  (pL-p.  Br. 
Assoc.,  18G:i,"'56);  2S-3n,  Smith  &  Brush  (Am.  J.  Sci.,  il.  xv.  211.  xvi.  44);  31.  C.  T.  JacksoD 
(Am.  J.  Sci.,  IP  xlii.  In7);  3J-35,  Deviile  tC.  R.  xix.  40,  Et.  Geol.  TeueridV.  ISd-i:  :;G.  Porch- 
hammer  (Skand.  Nat.  S.  Stockholm,  1842);  37,  Pouque  (Ramm.  Min.  Ch.,  6x4);  v.  llatiu-r  (^Verh. 
G.  Reichs.,  1867,  60);  39,  40,  A.  Streng  (Jahrb.  Min.  18- J,  537): 


Si 

Al 

Fe 

Mg 

Ca 

Xa 

K 

H 

1.  Danvilcs-Zoll 

63-7U 

23-95 

U-50 

0-65 

2-05 

8-11 

1-20 

 =1(10-16  Perz-hus. 

2.  Ytterby,  " 

61'55 

23-80 

0-80 

3-18 

9-67 

0-38 

 =9-:)-3:-^  Bi_rz.-li-as. 

3.  Sala, 

59-66 

23-28 

1-18 

0-36 

5-17 

5-61 

1-75 

l-o2.  \vA.  i'^-  — 'ja-^5  S. 

4.  Arendal,  " 

63  51 

23  09 

0-77 

2-44 

9-37 

2-19 

 =l(il-:;T  liageu. 

5.  ywh. 

62-70 

23-80Fe  0-62 

0-02 

4-60 

8-OU 

1-05 

6.  Ajatzkaja.  Ural 

61-06 

19-68 

4-11 

1-05 

2-i(j 

7-55 

3-91 

 52  PicUicis. 

7.  Schaitansk,  " 

64-25 

22-24 

0-54 

1-14 

2-57 

7-98 

1-06 

 =9y-70  Boilemann. 

8.  Emerald  mine,  " 

60-03 

20-35 

0-40 

0-25 

4  15 

5-60 

1-17 

 = 9^ -55  Jevreinof. 

9.  Kimito,  Finl.,  red 

63-80 

21-31 

0-47 

12-04 

1  9S 

 =99-60  rliodnef. 

10.  Pitkiiranta  " 

60  97 

25-40 

0-39 

6-:!6 

6-38 

0-66 

 =100-16  Jevreuiof. 

11.  Tvedestr'd,  Sunst  61-30 

23-77 

0-36 

4-78 

8-.MJ 

1-29 

 =  loO  Sclieerer. 

12.  Near  Freiberg 

62-97 

23-48 

0-51 

0-24 

2-83 

7-24 

2-42 

 =99-69  Karsten. 

13.  Marienbad,  Boh. 

63-20 

23-50 

0-31 

0-25 

2-42 

7-42 

2-22 

 =99-32  Kursteu. 

14.  Zrnin,  " 

63-16 

23-16 

3-00 

9-72 

0-17 

0-79=  100-00  Hauer. 

15.  Visembach 

63-88 

22-27 

0-51 

ir. 

3-45 

6-66 

1-21 

l•70  =  9^•68  Deiesse. 

)  6.  Bodeu 

fcl-96 

22-66 

0-35 

0-10 

2-02 

"9-4::; 

3 -08 

 ,  Mu  0-40  =  100  K. 

17.  Flensburg,  Sil. 

61-.S0 

22-34 

4-12 

901 

 =07-77  AVoin; 

18.  AVarmbrunn,  " 

[63-94] 

2.3-71 

tr. 

ir. 

2-52 

7-66 

2-17 

 =l(iO  Ramm. 

19.  Albula,  Grisons 

62-01 

2116 

2-54 

0-78 

3-53 

5-94 

4  33 

 =  100-21:)  Rath. 

20  Mer-de-Glace 

63-25 

23-92 

tr. 

0-32 

3-23 

6-88 

2-31 

 ,  Mn  /r.  =  99-111  D. 

21.  Goggenau 

63-63 

22-52 

0-44 

3-85 

8-39 

2-29 

 =101-12  Seneca. 

22.  Quenast,  Belg. 

63-70 

22-64 

0-53 

1-20 

1-44 

6-15 

2-81 

1-22  =  99-09  Deiesse. 

23.  Ariege 

62-60 

24-60 

0-01 

0  20 

3  00 

8-90 

 =09-4' »  Laurent. 

24.  Elba 

62-30 

2'-:-UU 

0-44 

4-N6 

8-iO 

0-94 

 =  98-74  Damour. 

2.3.  Garvary  A\^ood,  I.  6o-5tj 

24-40 

O-40 

0-I14 

5-96 

6-46 

1-76 

 =99-5S  Ilaughton. 

2H.           ?  " 

59-28 

22-96 

1-94 

0-21 

4-65 

6  4S 

2-38 

 ,  ilu  0-32  =  96-32  H 

27.  Knader,  " 

62-40 

23-60 

0  08 

5-62 

7-04 

1-6^ 

 =  lUu-4()  IPmglitOl!. 

28.  UniouviUe,  Pa.  (|)  64-27 

21-21 

tr. 

0-o8 

0-81 

l<r94 

1-36 

l-u8=  100-25  S.  B. 

29.  Danburj^,  Ct.  (j 

)  63-76 

22-56 

ir. 

ir. 

3-09 

9-72 

0-55 

0-26  =  91:1-94  S.  B. 

30.  lladdam.    "      (f)  64-26 

21-90 

tr. 

2-15 

9-99 

0-50 

0-29  =  9'.r09  S.  &  B. 

ol.  Chester,  Mass. 

62-00 

24-40 

0-70 

3-50 

b-07 

l-(^iO  =  y'j-67  Jackson. 

34S 


OXYGEX  COMPOUNDS. 


Si 

Al 

Fe 

Mg 

Ca 

Xa 

K 

H 

32.  Teneriflfe 

62-97 

22-29 



0  54 

2-06 

8-45 

3-69 

 =  1 00  Deville. 

33. 

6H -81 

21-98 



0-ti6 

1-10 

9-46 

2  99 

 =100  Deville. 

34,  " 

02-54 

22-49 

0-41 

2-18 

7-84 

4-54 

 =100  Deville. 

35. 

61'55 

22-03 

0-47 

2-81 

7-74 

3-44 

 =98-04  Deville. 

3G.  Ilafaefiordite 

G ,  -22 

23-32 

2-40 

0-36 

8-82 

2-56 

tr. 

 =98-68  Forchh. 

37.  L.  Laach 

63-5 

22-1 

1-8 

0-3 

8-9 

3-4 

 =  1 00  Fouque. 

38.  Schemuitz 

59-49 

23-88 

6-20 

4-36 

4-09 

0-99  =  99-01  Hauer. 

39.  KjffliUuser  Mts. 

60-94 

24-22 

1-66 

tr. 

3-94 

7-65 

0-95 

0-79,  Sr  f/-.=  100-15  S. 

40. 

60  01 

21-66 

1-54 

0-68 

5  15 

7-08 

1-37 

2-59,  Ba,  Sr,  Li,  tr.= 

100-08  Streng 


A  brownish  feldspar  from  Borodin,  Finland,  afforded  S.  v.  "Waltershausen  (Yulk.  Gest.,  26)  S' 
63  20,  'M  18-41,  Fe  0-2(»,  Mg  0  87,  Ca  o-ll,  Xa  (»-5-2,  K  14-41,  H  0-57  =  98-29.  It  may  be  an  or 
thoelase.    G.  =  2-583.    Xo.  9  may  be  mainly  cdbiie^  judging  from  the  amount  of  soda. 

In  anaL  3,  G.  =  2-6y;  8,G.=2''6o6;  9,  G.  =  2-63;  ll,G.  =  2-656;  12,G.  =  2-G5;  13,G.=2  631; 
16,  G.  =  -2-66  — 2-68,  in  mica  schist;  17,  G.  =  2-651;  19,  G.  =  2-72,  ign,=  r05;  24,  G.  =  2-662;  28, 
G.  =  2-61  ;  31,  G.  =  2-o86,  H.  =  7-5,  granular  with  emery;  33,  G.  =  2-594;  34,  G.  =  2-5S  — 2-59,  in 
trachyte;  35,  G.  =  2-592,  in  trachyte;  37,  G.  =  2-56,  in  lava;  H8,  G.  =  2-635;  39,  40,  in  dioryte, 
G.  =  2-63  — 2-64 ;  Xos.  1  to  31,  in metamorphic rocks,  granite,  gneiss,  porphyry,  syenite,  and  dioryte; 
32-37  in  lavas  or  volcanic  rocks. 

Some  of  the  analyses  vary  from  the  oxygen  ratio  1:3:9  toward  1:3:12,  and  Scheerer  in  tho 
Handw.  Chem.  of  Liebig,  Poggendorf,  etc.,  makes  intermediate  varieties,  shading  hito  both  albite 
and  orthoclase,  one  called  by  him  oligoclase-aibiie,  the  other  oligodase-orthodase — see  under  ortho- 
dase  and  alhite.    But  as  explained  elsewhere,  these  probably  arise  from  mixture. 

Other  analyses:  from  Ytterby,  Haughton,  Q.  G.  J.,  xviii.  412;  from  Dockweiler,  in  the  Eifel, 
A.  Streng,  B.  H.  Ztg.,  xxiii.  53  ;  from  granite  of  the  Ockerthal  and  of  Meineckeburg,  Fuchs,  ib. 

Pyr.,  etc. — B.B.  fuses  at  3-5  to  a  clear  or  enamel-like  glass.  Xot  materially  acted  upon  by  acids. 

Obs. — Occurs  m  porphyry,  granite,  syenite,  serpentine,  and  also  in  different  eruptive  rocks. 
It  is  sometimes  associated  with  orthoclase  in  granite,  or  other  granite-like  rock.  Among  its 
localities  are  Danviks-Zoll  near  Stockholm ;  Kimito  in  Finlf.nd,  forming  with  quartz  and  mica  the 
granite  containing  columbite  ;  Pargas  in  Finland  ;  Ariege  and  Arendal,  with  calcite,  epidote,  etc., 
crystals  sometiuies  2  or  3  in.  long;  Schaitansk,  Ural,  greenish,  in  a  gangue  of  quartz  and  mica 
and  yellowish-white  feldspar ;  in  gneiss  of  the  Schwarzwald  of  Goggenau,  north-east  of  Baden ; 
iu  syenite  of  the  Vosges;  in  a  micaceous  dioryte  (^caUed  ktrmniyie)  at  Visembach  in  the  Tosges  ; 
in  protogine  of  the  ^ler-de-Glace.  in  the  Alps ;  in  euphotide  at  Lavaldens,  Department  of  Isere ; 
at  Albula  in  the  Grisons ;  in  a  dark  green  porphyry  at  Quenast  in  Belgium  ;  in  mica  schist  at  the 
Kmerald  iiine  of  the  Urals,  and  at  Bodeii  near  Marienberg;  in  the  amphibolyte  of  Marienbad,  Bo- 
hemia; in  a  green  porphyry  (oligoclase-porphyry  of  Eose),  near  Elbingerode  in  the  Ilarz;  in  dia- 
base of  the  llarz ;  the  Fichtelgebirge ;  Chalanches  in  AUemont  and  Bourg  d'Oisans ;  as  sunsione 
at  Tvedestrand  in  the  Christiana-fiord,  Xorwa}' ;  at  Hitterce,  Lake  Baikal;  at  the  Xorth  Cape, 
near  Hauuuerfest ;  in  Donigal,  Ireland,  in  granite,  with  orthoclase,  etc. :  in  Iceland,  colorless,  at 
Hafnefjord  {hafnejiordite).  The  oligoclase-porphyry  is  called  oUgophyre  by  Coquand;  near  St. 
Raphael  in  the  Dept.  of  Yar,  in  France,  a  rock  of  this  kind  has  a  beautiful  turquois-blue  color,  is 
very  hard,  and  encloses  crystals  of  oligoclase ;  G.  =  2-G1.  In  lavas  and  trachyte  (o/'/j/oc/a-se-Zra- 
dLyte)  at  Teneriffe,  and  in  the  Euganean  Mts.  near  Padua ;  in  the  domyte  (ira(;hyte)  of  Puy  de 
Dome ;  in  doieryte  at  L.  Laach ;  in  pumice  at  Arequipa  in  Peru ;  in  obsidian,  with  sauidin,  at 
Zimapau  iu  Mexico, 

In  the  United  States,  at  UnionviUe,  Pa.,  with  euphyllite  and  corundum,  G.  =  2-61 ;  also  at  Dan- 
bur}',  Ct.,  with  orthoclase  and  danburite ;  Haddam,  Ct.,  often  transparent,  with  iolite  and  black 
tcurmahne ;  Mineral  HiU,  Delaware  Co.,  Pa.,  called  moonstone ;  at  Orange  summit,  X.  Hamp., 
slightly  greenish,  and  pearly;  at  the  emery  mine,  Chester,  Mass.,  granular,  with  H.  =  7-5, 
G.  =  2-5t<6;  at  Dixon's  quarry,  Del. 

Xamed  ia  l6-:6  by  Breithaupt  from  oAiyij?,  I'Me^  and  K-Aaw,  to  deave.  Berzelius  had  previously 
(in  la  24)  recognized  it  as  anew  mineral  from  specimens  from  Danviks-Zoll;  and  he  afterward 
iiaujcd  it  uatron-spodumene  (soda-spodumene). 

A.t. — Occurs  altered  to  kaolin  and  natrolite.  The  change  to  kaolin  takes  place  more  easily  than 
in  orthoclase,  as  shown  by  the  longer  resistance  of  the  latter  when  both  occur  in  the  same  rock 
(Laspe}Tes,  ZS.  G.,  xvi.  3b7j. 

315.  ALBITE.  Feltspat  hvit  pt.  Wall.,  65,  1747.  Feldspath  pt,,  Schorl  blanc  pt.,  de  Lisle, 
Crist,  ii.  409,  PI.  v.,  f.  15,  IH,  1783.  Krummblatteriger  Feldspath  Hedenberg,  Afh.,  i.  118,  1806. 
Albit  Gahn  &  Berz.,  Afh.,  iv.  l&O,  1815.    Tetartin  Breith.,  Char.,  1823.    Soda  Feldspar. 

Vak.  iuirod.  as  spedes.    Cleavelandite  (fr.  Chesterfeld)  Brooke.  Ann.  PhiL,  II,  v.  381,  1823 
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Perlklin  Breiih.,  Char.,  1823;  Pericline.  Hyposklerit  (fr.  Arendal)  Breith.,  Schw.  J.,  iii.  31(i 
1830.  Peristerite  (fr.  Perth,  Gan.)Thom.,  Phil.  Mag.,  III.  xxii.  189,  1843.  Olafit  Breitli.,  B.  JI 
Ztg.,  XXV.  88=01igoklas-Albit5'f7<eerer,  Pogg.,  Ixxxix.  17. 

Felsite,  Petrosilex,  or  Hellcfliiita  pt.,  Swed.    Adiuole  (fr.  Sala)  Beud.,  Tr.,  ii.  126,  1832. 

Ti'iclinic. 

/A  /'=120°  47'  0  A  2-z,  ov.  1-?,  =  9T°  54'    i4  A  ?'-3  =  149°  35' 

6>  A  i-i,  ov.  2-r,  =  93  30       A  -i-=150  3  i-i  A  f  3'=:149  38 

6>  A?-^,  ov.  2-z,  =  SG  24   i-I  A  l'  =  113  41  A  l'=:123 

0  A  /'  =  114  42 
6>  A/r=110  50 
0  A  2-r  =  136  50 
0  A  2-Tz=133  14 


A  1  =  120  11 
■i-l  A  7=117  53 
i-l  A  7=119  40 


7a  1  =  125  3 
24  a  2-r  =  90  4 
r  A  2-^=13S  34 


300 

301 

304 

/  ^ 

fojo 

I 

1' 

ill' 

1' 

302 

303 

305 


0 

i-l 

I 

/' 

a' 

i-l 

2-1' 

2 -I 

2' 

2-1 

4' 

1 

1' 

^■1 

Observed  Planes.  Add 


Pericline. 


307 


Eoc-tourne,  Savoy. 


Eoc-tourne,  Savoy. 


Cleavage:  0,  i-i  perfect,  the  first  most  so;  l-i  sometimes  distinct.  Twins: 
1.  Comp'")sition-face  i-i,  axis  of  revolution  normal  to       the  most  commonj 
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f.  301.  2.  C.-face  and  revolution  the  same,  but  (f.  307)  tlie  two  halves  by 
mutual  penetration  crossing  along  a  medial  vertical  line,  so  that  the  rigllt 
quarter  in  front  is  continued  in  the  left  quarter  behind,  and  the  left  in 
front  in  the  right  behind,  the  upper  and  under  planes  0  meeting  in  a  reen- 
terino-  angle,  and  the  2-^  on  either  side  in  a  salient  angle — making  an  in- 
tersecting twin,  liaving  the  aspect  of  a  double  twin  of  four  crystals  in  whicli 
tlie  two  diagonally  opposite  are  alike  in  position.  3.  C.-face  the  saihe,  bnt 
axis  of  revolution  ^am/^(?Z  to  and  vertical,  producing  the  form  in  f.  304, 
the  planes  0  and  1  above  (or  below)  being  very  nearly  in  the  same  zone 
(the  plane  angle  of  ^*-^,  whicli  the  edges  of  /  and  0  make,  being  116°  2(V, 
and  that  which  the  edges  of  /  and  1  make  being  115°  55',  differing  only 
31');  also  exemplified  in  the  double  twin,  f.  308,  the  two  halves  of  which 
are  twins  like  f.  307;  may  be  right  or  left-handed,  according  to  whicli  half 
is  revolved ;  also  in  other  similar  double  twins  (fr.  Middletown,  Ct.),  in 

which  the  two  halves  are  like  f.  305.  4. 
C.-face  parallel  to  (9,  and  revolution  on  a 
horizontal  axis  normal  to  the  shorter  diago- 
nal of  0^  as  in  f.  309 ;  the  twin  right  or  left- 
handed,  according  as  the  part  revolved  is  the 
npper  or  lower.  5.  The  last  kind  (4),  com- 
bined with  the  first  (1),  making  double  twins. 
Also  massive,  either  lamellar  or  granular; 
the  laminae  sometimes 'divergent ;  granular 
•  varieties  occasionallv  quite  fine  to  impal])able. 

H.  =  G— 7.  G.=:2-59-2-G5  ;  2-612,  Finbo,  Eggertz  ;  2-619,  Broddbo. 
Lustre  pearly  upon  a  cleavage  face ;  vitreous  in  other  directions.  Color 
white  ;  also  occasionally  bluish,  gray,  reddish,  greenish,  and  green ;  some- 
times having  a  bluish  opalescence  or  play  of  colors  on  0.  Streak  uncolored. 
Transparent — subtranslucent.    Fracture  uneven.  Brittle. 

Comp.,  Var.— 0.  ratio  1  :  3  :  12;  (ilSTaVf  ^If  Si' +  6  Si,  or  with  half  the  excess  of  silica  basic, 
-^Silica  G8-6,  alumina  19-6,  soda  11-8  =  100.  A  small  part  of  the  soda  is  replaced  usually,  if  not 
always,  by  potash,  and  also  by  lime.    But  these  differences  are  not  externally  apparent. 

Yar.  ].  Ordinary,  (a)  In  crystals  or  cleavable  massive.  The  angles  vary  somewhat,  especially 
for  plane  /' ;  I/\l'  =  \'12°  15',  G.  Rose;  121"  45',  Marignac  and  Descloizeaux,  as  mean  of  many 
measurements  of  St.  Gothard  crystals  ;  0  A  /'  =  11 5°  5',  Rose  ;  114"  52',  M.  and  D.  (b)  Aventurine; 
similar  to  aventurine  oligoclase  and  orthoclase.  (c)  Moonslor/e ;  similar  to  moonstone  under  ohgo- 
clase  and  orthoclase.  rtristcrite  is  a  whitish  adularia-like  albite,  slightly  iridescent,  having  G.= 
2"626 ;  named  from  -tpiaTLoa.  pirjeon,  ihe  colors  resembling  somewhat  those  of  the  neck  of  a  pigeoji. 
(d)  Peric'ine  is  in  large,  opaque,  white  crystals,  short  and  broad,  of  the  forms  in  fig.  So;-;,  309. 
G.'=2-G4I  ;  /A/'  =  120'  37',  Breith. ;  from  the  chloritic  schists  of  the  Alps. 

(e)  y/^/iwc/ere^j  is  blackish-green,  from  Arendal ;  H,  =  o-5;  G.  =  2"t)3  — 2*66  ;  it  contains,  accord- 
ing to  Rammelsberg.  5  p.  c.  of  pyroxene.  Hermann  figures  (J.  pr.  Ch.,  xlvi.  306)  a  crystal  having 
the  planes  and  nearly  the  form  of  f  302.  Named  from  'vz6.  under,  ax^riftoi,  hard,  with  reference  to 
the  inferior  hardness. 

(/)  Lamellar;  deavelandite;  a  white  kind  found  at  Chesterfield,  Mass.,  and  named  after  Dr.  P. 
Cleaveland,  the  mineralogist. 

2.  Compact;  alhitic  felsiie ;  smooth  on  surface  of  fracture,  whitish,  grayish,  or  reddish-gray  in 
color,  and  very  tough.    H.  =  6-5  — 7-5;  G.  =  2-6— 2-65.    See  also  under  Oligoclase, 

Analyses;  1,  G.  Rose  (Gilb.  Ann.,  Ixxiii.  17:^) ;  2,  Teng-strom  (Ann.  Phil.,  1824);  3,  Stromeyer 
(Untorsnch.,  300);  4.  Laurent  (Ann.  Ch.  Phys.,  Ix.);  5,  Thaulow  (Pogg.,  xlii.  571);  G,  Brooks 
(Pogg..  Ixi.  392);  7,  Abich  (B.  11.  Zts.,  i.) :  8."Erdinann  (Jahresb.,  xxi.  192);  9,  Abich  (Pogg.,  li. 
520);  10.  C.  G.  Gmelin  (Pogg,  vii.  79);  11,  Kerstcn  (Jahrb.  Min.  1845,  648);  12,  Diday  (Cryst. 
from  mclaphyre  of  A  gay.  Ann.  d.  M..  V.  ii.  18-1.  193);  13,  Rammelsberg  (Pogg.,  Ixxix.  3()5);  14, 
Lohmever  (Pogg..  Ixi.  390);  15,  Desclabissac  (ZS.  G..  x  207);  16,  Scheidtauer  (Pogg..  Ixi.  393); 
17,  Richter  (Pogg.,  Ixxxix.  17);  18,  Rube  (ZS.  G.,  xlv.  49);  19,  Redtenbacher  (Pogg.,  lii.  48)}  2u, 
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21,  Brush  aLd  Weld  (A.m.  J.  Sci.,  II.  viii.  390) ;  22,  T.  S.  Hunt  (Phil.  Mag.,  lY.  i.  222,  Ara.  J.  Sci., 
U.  xii.  212);  23,  F.  A.  Geuth  (Am.  J.  Sci.,  II.  xxviii.  249)  ;  24,  E.  II.  Twining  (Am.  J.  Sci.,  II. 


xxxi.  357) ;  25,  2G,  Boye  &  Booth  (Proc.  Am. 

Phil.  Soc,  ii.  19u), 

til 

III 

J?  c 

Mo- 

Ca 

Na 

K 

1. 

Arendal 

68-46 

19-30 

0-28 



0-68  ri 1-271 

=  100  G.  Pose. 

2. 

Finland 

67-99 

1961 

0-70 



0-6'> 

11-12 

=  100-08  Tengstrom. 

3. 

Chesterfield 

70-68 

19-80 

O'l  1 



0-23 

y-u6 

=  99-88  Stronieyer. 

4. 

68-4 

2U-8 

0-1 



0-2 

10-5 

=  100  Laurent. 

6. 

St.  Gothard,  cryst. 

69-00 

19-43 





0-20 

11-47 

=  100- 10  Thaulow. 

6. 

St.  Gothard,  wldte 

67-39 

19-24 



0-61 

0-31 

6-23 

6-77 

=  100-55  Brooks. 

7. 

Miask,  crijst. 

[68-45] 

18-71 

0-27 

0-18 

0-50 

11-24 

0-65 

,  Mn  ^r.  =  10o  Abich. 

8. 

Brevig 

69-11 

19-34 

0-62 

tr. 

tr. 

10-98 

0-65,  Mn  i!r.  =  100-70  Erdmann. 

9. 

Pantellaria 

68-23 

18-30 

I'Ol 

051 

1-26 

7-99 

2-53 

=  99-83  Abieh. 

]0. 

Z()blitz 

67-9t 

18-93 

0-48 



0-15 

9-9y 

2-41 

,  ign.  0-36=100-26  Gmelin. 

11. 

Marienbad 

68-70 

17-92 

072 



0-24 

11-01 

1-18 

=  99-7  7  Kersten. 

12. 

All) lie,  cryst. 

67-0 

19-2 

0-3 

1-8 

1-2 

7-2 

2-2  = 

=  98-9  Diday. 

13. 

Hinmckntt 

67-62 

16-59 

2  :  '.0 

1-46 

0-85 

10-24 

0-51 

=  98-8  Rammelsberg. 

14. 

Schreibershau,  w.  (|)  68-75 

18-79 

0-54 

0-09 

0-51 

10-90 

1-21 

=  100-79  Lohmeyer. 

15. 

Oberbalbsteiu 

68-50 

18-11 



0-(i6 

0-56[12-17l 

=  100  Desclabissac. 

16. 

Suarum 

6  >-ll 

18-96 

0-34 

0-16 

3-72 

9-24 

0-57 

=  99-10  Scheidtauer. 

IT. 

"  Olafite 

6t)->3 

19  90 

0-39 

0-39 

1  56 

10-13 

,  Mn  0-20,  II  0-25  =  99-65  R. 

IS. 

Drehfeld,  w. 

66-99 

18-40 

0-76'' 

0-21 

0-90 

12  10 

0-74 

=  100-10  Rube. 

19.  Pennsylvania  (1)67-20 

19-64 

0-31 

1-44 

9-91 

1-57 

=  100  07  Redtenbacher. 

20. 

UuionviUe,  Pa. 

66-65 

20-79 

0-52 

2-05 

9-36 

=  99-42  Brush. 

21. 

r)6-86 

2 1  -89 

0-48 

1-79 

8-78 

,  H  0-48  =  100-27  Weld. 

22, 

Peristeriie 

66  80 

21-80 

0-31) 

o-.o 

2-62 

7-00 

0-58,' 

ign.  0-6  =  99-80  Hunt. 

23.  Calaveras  Co. 

08-39 

19  65 

0-41 

0-47 

10-97 

tr., 

ign.  0-21  =  100-10  Genth. 

24. 

Moriah,  IST.  Y.,  gnh. 

67-01 

19-42 

0-95 

tr. 

0  39 

11--17 

0-2.5, 

ign.  0-24=99-73  Twining. 

25. 

Wilmington,  Pa. 

67-72 

20-o4 

0-;i4 

0-78 

10-65 

0-16 

=  100-19  B.  &  B. 

26. 

65-46 

20-74 

0-54 

0  74 

0-71 

9-98 

1-80: 

=  99-97  B.  &  B. 

a  As  iiTipurity,  or  mainly  so. 


In  anal.  ],  G.  =  2-6l;  7,  G.  =  2-624  ;  9,  G.  =  2-595;  11,  G.  =  2-G12;  12,  G.  =  2-478;  13,  G.= 
2-63;  14,  G.  =  2-624;  18,  G.  =  2-6l  ;  20,  G.  =  2-619;  24,  G.  =  2-633  Brush. 

ThQ  hyposderite  (anal.  13)  afibrded  Hermann  (1.  c.)  Si  56-43,  ^]  21-7o,  Fe  0-75,  Mn  0-39,  Ce,  La 
2*00,  Oa  4-83,  Mg  3-39,  K  2-65,  Xa  5*79  =  99-80,  giving  the  abnormal  aud  improbable  0.  ratio 
1:2:6,  which  Rammelsberg's  later  analysis  appears  to  show  to  be  hicorrect,  or  the  composition 
of  an  altered  form  of  it.    Its  inferior  hardness  would  indicate  alteration. 

The  albite  from  Pennsylvania,  analyzed  by  Redtenbacher  (anal.  19),  is  called  oUgodase-aWite  by 
Scheerer ;  it  gives  the  0.  ratio  LI  :  3  :  11-7.  He  applies  the  same  name  to  the  Snarum  feldspar 
analyzed  by  Richter,  v/hich  he  says  has  the  external  form  of  scapolite,  and  G.  =  2-59;  oxygen 
ratio  1:3:11-3.  It  is  i\\Q  olafite.  That  of  Snarum,  analyzed  by  Scheidtauer,  was  in  snow-white 
crystals,  and  gave  1-2:3:118;  it  holds  an  excess  of  protoxyds,  owing  to  the  lime  present, 
wliicli  may  be  a  result  of  alteration. 

Felsite  or  compact  feldspar  has  usually  some  free  sihca  disseminated  through  it.  The  follow- 
ing are  analyses  of  some  kinds,  eitlier  alh He- felsite  or  oliyod ast-felsite.  Tiie  presence  of  lime  is  in 
favor  of  the  latter,  Adlnole  is  probably  albitic ;  it  is  reddish,  from  Sala,  Sweden.  Amausite  Ger- 
hard  has  been  considered  as  oligoclase  in  base;  the  name  was  given  to  a  granulite  (Weissstein) 
of  Namiost  in  Moravia.  The  analysis  here  cited  of  the  North  Carolina  mineral,  by  Genth,  is 
in  the  Am.  J.  Sci.,  11.  xxviii.  249 : 


Si 

^1 

Pe 

Mg 

6a 

K 

1. 

Sala,  Adinole 

79-5 

12-2 

0-5 

1-1 

6-0 

 =  99-3  Bertliier. 

2. 

Lchrbach 

71-.-.n 

14  75 

L41 

tr. 

1-06 

10  06 

0  • ; ;  2  = ; 1 9  ■  2  0  Scl i  n  ederma nn. 

3. 

N.  CaroUna,  gray 

60-2  ) 

19-6rt 

4-63 

0  23 

1-83 

9-90 

1-71,  Mn  tr.,  ign.  1-20  =  '.  9-45  G 
0  08|  H  0-2()  Svanberg. 

4. 

Pehrberg 

77-93 

13-19 

0-59 

0-22 

1-2-2 

5-93 

5. 

74-1^5 

11-73 

1-60 

1-32 

0-50 

6-49 

0  35,  H  0-21  Svanberg. 
016,  11  1-12. 

6. 

Amausite 

75-83 

11-37 

0-91 

1-30 

6-20 

See  under  Orthoclase  for  other  felsites. 


Pyr.,  etc. — B.B.  fuses  at  4  to  a  colorless  or  white  glass,  imparting  an  intense  yellow  to  the 
flame.    Not  acted  upon  by  acids. 
Obs. — Albite  is  a  constituent  of  several  rocks.    With  hornblende  it  constitutes  dioryte  or 
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greenstone.  It  occurs  with  orthcclase  in  some  granite,  as  in  that  of  Pompej's  Pillar,  and  in  such 
cases  is  usually  distinguishable  by  its  greater  whiteness.  It  is  couimon  also  in  gneiss,  and  some- 
times in  the  crystaUine  schists.  Veins  of  albitic  granite  are  often  repositories  of  the  rarer  granito 
minerals  and  of  fine  crystallizations  of  gems,  including  beryl,  tourmaline,  allanite.  columbite,  etc. 
It  occurs  also  m  some  trachyte,  as  that  of  Montagna,  Island  of  Pantellaria;  in  phonolite,  at  Lau- 
gafjall.  Iceland;  in  granular  hmestone  in  disseminated  crystals,  as  near  Modane  in  Savoy. 

In  the  compact  condition,  felsite,  it  constitutes  the  base  of  albitt  porphyry,  a  rock  sometimes 
red  (as  at  Agay)  with  scattered  whitish  crystals  of  albite;  also  the  same  of  some  as  at 

Frejus,  a  compact  grayish  rock,  containing  globules  of  carbonate  of  lime,  the  base  of  which,  ac- 
cording to  Diday,  is  70  p.  c.  albite ;  also  of  some  granulyte  or  iceisssttin  (wliite  stone). 

Many  localities  of  albite  are  mentioned  above.  It  occurs  with  epidote  and  garnet  at  Arendal ; 
with  eudialyte  and  hornblende  in  Greenland. 

In  the  United  States,  in  Maine,  at  Paris,  with  red  and  blue  tourmalines.  In  Mass.,  at  Chester- 
field, with  the  same  minerals,  in  lameUar  masses  (cleavelandite),  slightly  bluish,  also  fine  granular, 
and  rarely  in  small  crystals;  at  Goshen.  In  Keiv  Ilamp.,  at  Acworth  and  Alstead.  In  Conn.,  at 
Haddam.  with  chrysoberyl,  beryl,  columbite,  and  black  tourmaline ;  at  the  Middletowu  feldspar 
quarry,  in  tine  transparent  or  translucent  crystals  (fig.  305);  at  Monroe,  a  fine  granular  variety 
containing  beryh  In  X.  York,  at  Granville,  "U'ashington  Co.,  white  transparent  crystals ;  at  Moriah, 
Essex  Co.,  of  a  greenish  color,  with  smoky  quartz,  and  resembling  green  diallage.  In  Penn.,  at 
Unionville,  Delaware  Co.,  a  granular  variety  is  the  matrix  of  the  corundum  (see  anals.  iO  and  21), 
having  the  hardness  of  quartz  (7 — 7-25).  It  had  been  taken  for  indianite.  A  similar  variety, 
equally  hard,  is  found  with  idocrase  at  Sanford,  Maine.  In  California,  Calaveras  Co.,  with  native 
gold  and  auriferous  pyrites. 

In  Canada,  in  fine  crystals,  at  the  SufBeld  silver  mine,  near  L.  Massawippi,  N  E.  of  L.  Mem- 
phremagog. 

The  name  Albiie  is  derived  from  alhus,  white,  in  allusion  to  its  color,  and  was  given  the  species 
by  Gahn  and  Berzelius  in  1814. 

For  recent  observations  on  cryst,  Descl.  Min.,  i.  317;  Hessenberg,  Min.  Not.,  No.  i.,  ii..  v.; 
G.  Rose,  Pogg.,  cxxv.  457,  cxxix.  1.  Figs.  307-309,  are  from  Rose's  papers.  The  twin  form  of 
fig.  804  occurs  at  Middletown,  Ct. 

For  Altered  forms  and  Artificial  albite,  see  under  Orthoclase. 

Zygadite  Breith.  (Pogg.,  Ixix.  441).  Zygadite,  according  to  Descloizeaux  (Min.  i.  f!26),  is  prob- 
ably' albite.  Occurs  in  thin  tables,  which  are  twins,  appearing  like  the  twin  crystals  of  Bon- 
homme  and  Modane.  Translucent  or  milky.  In  lustre  and  hardness  like  albite.  Color  yellow- 
ish-white, to  reddish.  G.  =  2-511 — 2-512.  Breith.  Plattner  obtained  in  his  trials  indications  of 
sihca,  alumina,  and  hthia,  and  no  water.  Found  with  milky  quartz,  stilbite,  and  blende,  in 
fissures  in  argiilyte,  at  Andreasberg  in  the  Harz.  It  was  named  from  i,vya6nv,  in  pjairs,  or 
tvjinned. 


316.  ORTHOCLASE.  Silex  ex  eo  ictu  ferri  facile  ignis  elicitur — ex  cubis  aliisque  figuris 
intersectis  constans,  Agric,  Foss.,  814,  1546.  Felt-Spat,  Spatum  pyrmiachum  (var.  album,  cin- 
ereum,  rubrum).  Wall.,  Min.,  65,  1747.  Faltspat,  Spatum  scintillans,  Cronst,  60,  1758.  Feld- 
spath  Germ.,  Fr.  Feldspar  Engl.  Felspar  had  orthogr.  Feldstein  Hausm.,  Handb.,  528, 
1813,  Orthose  K,  Tr.,  iv.  1801,  in  Index  alone,  p.  394,  4to  edition.  Adular  Breith.,  Char.,  35, 
1820.    [In  the  preceding,  the  whole  group  of  feldspars  is  included  in  the  one  species.] 

Feldspath  (Albite  excluded)  Berz.,  1815,  N.  Syst.  Min.,  1819.  Feldspath  (Albite,  Labradorite, 
and  Anorthite  excl.)  G.  Rose,  Gilb.  Ann.,  Ixxiii.  173,  1823.  Orthoklas  (id.  excl.)  Breith.,  Char., 
1823;  (id. -f  Oligoklas  excl.)  Breith.,  Pogg.,  viii.  79,  1S26.  Potash-feldspar.  Kahfeldspath 
Germ. 

Yar.  introd.  as  sp.  Adulaire  Pini,  Mem.  Feldsp.,  Milan,  1783;  Adular  Germ.;  Adularia 
Engl.;  Feldspath  nacre  5". ;  Mondstein  var.  Feldspath,  Wern.,  Ueb.  Cronst.,  1780;  id.  =  Adu- 
laria Wern.,  Bergm.  J.,  375,  1789;  Moonstone.  Sanidin  Nose,  Noggerath  Min.  Stud.  Geb. 
Niederrhein,  1808  ;  Glasiger  Feldspath  Klapr.,  Beitr.,  i.  15,  1795,  and  others.  Necronite  Hayden, 
Am.  J.  Scl,  i.  306,  1819.  Pegmatolith  iJ/eZ/A.,  Char.,  1823,  1832.  Murchisonite  W.Phillips, 
Phil.  Mag.,  11.  i.  448,  1827.  Ryakolith  G.  Rose,  Pogg.,  xv.  193,  1829,  xxviii.  143,  1833;  Rhy- 
acolite.  Yalencianit,  Mikroklin  Breith.,  Schw.  J.,  Ix.  322,  324,  1830.  Erythrite,  Perthite,  Thorn., 
Phil.  Mag.,  xxii.  183,  189.  1843.  Loxoklas  Breith.,  Pogg.,  Ixvii.  419;  Loxoclaso.  Chesterlite 
Seal,  This  Mhi.,  078,  1850.    Felsit  von  Marienberg  Breith.,  Pogg.,  Ixvii.  421,  Handb.,  527, 
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184Y=Paradoxit5re//7?.,  B.  H.  Ztg.,  xxv.  85,  1866.  Felsit  von  Mulda  id.,  Handb.,  528=Muldan 
id.,  ib  ,  39,  Cottaitzrf.,  ib.  "Weissigit  Jenzsch,  Jahrb.  Min.,  1853,  396.  Lasur-FeldspatliiV.  Kordensk., 
Bull.  Nat.  Moscow,  xxx.  225,  1857. 

Halleflinta,  Petrosilex,  Lapis  Corneus,  pt,  Cronsi.,  Min.,  57,  1758.  Felsite.  Leelite  (fr. 
Westmannland)  Clarke,  Ann.  Phil,  1818. 


Monocliiiic.    (7=63°  53',  I A  7=118°  48',  0  A  14=153°  28' ;  a:I>:c= 
0-81:4  : 1  :  1-5183.  Ob  served  planes  :  0  ;  vertical,  Z       i-s,  i-i  ;  clinodomes,. 
'  \  ;  liemidomes,  ^-i,       -J-?,  l-^,       -|-^,  2-^,       ;  hemioctaliedral^ 
'    '      ■  1-8. 


24 

3  '5 


6>  A  1-4=145°  47' 
(9  A  14=129  41 
OA  1-4=116  33 
6>  A  24=99  38 
(9  A -24=139 
0  A  ^'4=116  7 
0  A-J-=150  52 
0  A  1  =  124  42 


6^  A -1  =  146°  30' 
6^  A  2=98  4 
OAi-3  =  71  31 
6>  A|4=161  36 
6>  A  24=135  3 
0  A  ^'4=90 
q  A  7=67  44 
^4  A  ^'4=90 


a  A  z'-^=150°  35' 
U  A  4-^=142  25 
a  A -4-2  =  130  50 
U  A  3-^  =  146  40 
7a  24=134  19 
7a  14=110  40 
1  A  1  =  126  14 
-1  A -1  =  142  40 


Cleavage:  (9  perfect ;  ^-1  less  distinct;  i-i  faint;  also  imperfect  in  the 
direction  of  one  of  the  faces  7.    Twins  :    1.  Composition-face  i-i,  axis 
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of  revolution  normal  to  the  forms  not  showing:  the  composition 
externally,  except  sometimes  by  sntnres.  2.  C.-face  axis  of  rev- 
olution vertical,  producing,  with  the  form  in  f  310,  the  twins  f  314, 
315,  which  ai'e  right-  or  left-handed,  according  as  one  or  the  other 
of  the  parts  is  the  one  revolved  ;  Avitli  the  form  in  f.  311,  the  planes  \-i 
and  0  nearly  coincide  in  the  twin.  3.  C.-face  2-^,  as  in  f.  321,  in  which 
the  prism  is  made  up  of  two  adjoining  planes  O  and  two  and  is  nearly 
square,  because  0  A  P/  =  90°,  and  0  A  2-^  =  135°  3' ;  7  A  7=169°  28' ;  also 
the  same  in  a  twin  of  4  crystals,  f.  317,  each  side  of  the  prism  then  an  0 ; 
same  in  a  twin  of  3  crystals,  one  of  the  four  being  absent,  and  that  side  of 
the  prism  made  up  of  the  planes  i\  i-l ;  again  the  twin  of  4  cr\^stals 
takes,  by  cross-interpenetration  of  each,  the  form  in  f  322,  consisting  ap- 
parently of  8  crystals,  or  four  twins  of  the  kind  in  f.  321  ;  7a  7=169"  28', 
as  above.    4.  C.-face  0,  f  316. 

Often  massive,  granular  ;  sometimes  lamellar.  Also  compact  crypto-crys- 
talline,  and  sometimes  flint-like  or  jasper-like. 

H.=6-6-5.  Gr.  =  2-44— 2-62,  mostly  2'5  — 2'6.  Lustre  vitreous;  on 
.  cleavage-surfa(je  sometimes  pearly.  Color  white,  gray,  flesh-red,  common  ; 
greenish-white,  briglit  green.  Streak  uncolored.  Transparent  to  trans- 
lucent. Fracture  concliuidal  to  uneven.  Optic-axial  plane  sometimes  in 
the  orthodiagonal  section  and  sometimes  in  the  clinodiagonal ;  acute  bisec- 
trix always  negative,  normal  to  the  orthodiagonal ;  inclined  at  18°  C,  in 
.adularia,  according  to  Angstrom,  4°  6'  to  the  clinodiagonal,  and  112°  V  to 
edge  7/7;  and  according  to  Descloizeaux,  at  22°  C.  these  angles  are  5°  18' 
and  110°  49'  for  the  red  ravs  ;  angle  of  diver2:ence  in  adularia  of  St.  Gothard 
112°  to  123° ;  in  transparent  from  Wehr  in  the  Eifel,  only  18°  to  21°,  with 
other  optical  peculiarities. 

Comp.,  Var.  — 0.  ratio  1  :  3  :  12  ;  f^K^  +  f  Xl)''Si^  + 6  Si ;  or  else  with  half  the  excess  of  silica 
h-nsic;  =  Silica  64-(i,  alumina  1 8*5,  potash  16-9=100;  with  soda  sometimes  replaciug  part  of  the 
potash.   The  orthoclase  of  Carlsbad  contains  rubidium. 

The  varieties  depend  mainly  on  structure,  variations  in  angles,  the  presence  of  soda,  and  the 
prei-  ence  of  impurities. 

The  amount  of  soda  detected  by  analyses  varies  greatly,  the  ratio  to  the  potash  being  from 
1  :  100  to  1  :  J.  But  recent  chemical  investigations  have  shown,  what  Breithaupt  indicated  from 
ocular  examination  in  1861,  that  some  of  the  sodiferous  varieties  owe  the  soda  to  a  crystalline 
combination  of  the  orthoclase  with  albite.  The  ptrtldte  (see  beyond)  has  thus  been  found  to  con- 
sist of  thin  alternate  layers  of  these  two  feldspars.  How  far  this  explanation  extends  to  other 
sodiferous  kinds  remains  to  be  ascertained. 

Tlie  variations  in  angles  are  large,  and  they  occur  sometimes  even  in  specimens  of  the  same 
locality.  In  crystals  of  the  kind  called  chesttrlite.  which  are  to  all  appe^irance  regular  and  undis- 
torted,  the  angle  /'  (right  prismatic  plane)  A  /  (left  id.)  varies  from  l^T  to  127  according  to  the 
author's  measurements  ;  and  other  angles  make  the  form  inclinic,  0  A  I  and  0  A.  I  sometimes 
diflering  5",  one  being  110^  and  the  other  115°;  while  twins  compounded  parallel  to  the  <;Uno- 
diagonal  section,  which  are  common,  prove,  by  the  absence  of  any  reentering  angle  on  the  base, 
that  the  form  is  not  tridinic  (although  so  made  by  Breithaupt,  who  refers  the  species  (B.  H,  Ztg., 
xvii.  1 )  to  albite)  The  crystallization  is  normally  mouochuic,  and  the  variations  are  siiDply  irreg- 
ularities.   There  are  also  large  optical  variations  in  orthoclase,  on  which  see  Descl.  Min.,  i.  ;;29. 

The  variations  in  amount  of  soda  and  in  angles  have  led  Breithaupt  to  make  several  species 
out  of  the  species  orthoclase.  But  until  it  is  proved  that  crystals  of  certain  specific  angles  have 
uniformly  the  same  specific  chemical  composition,  and  further,  that  kinds  having  the  same  specific 
chemical  composition  wherever  occurring,  always,  when  crystallized,  present  the  same  angles, 
sucli  species  cannot  properly  be  recognized  as  distinct.  The  varieties  that  have  been  named  are 
the  following: 

Yar.  1.  Ordinary.  In  crystals,  or  cleavable  massive,  {a)  Adularia.  Transparent,  cleavable, 
usually  with  pearly  opalescent  reflections,  and  sometimes  with  a  play  of  colors  like  labradorite, 
though  paler  in  shade.  Mooasione  (Ilecatolite  JDelamelh.,  T.  T.,  ii.  2 H,  fr.  'c/currj,  tJie  moon)  belongs  in 
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part  here,  the  rest  being  albite  and  oHgocIase.  Valencianife,  from  the  silver  mine  of  Yalenciana, 
Mexico,  is  adularia.  Breithaupt  finds  for  ordinary  orthoclase  (which  he  calls  pegmatolttt)  (t,=: 
2-5oy  — 2-578  (B.  H.  Ztg.,  xxv.  38).  Kokscharof  obtained  (Miii.  RussL,  v.  115)  from  crystals  from 
the  Grisons,  Switzerland,  for  /  A  /=1 18  '  48'  20"  ;  0  A  J,  acute,  =  G7'  45'  50"— 47  ;  0  A  I,  obtuse, 
=  112"  12'  20"  — 14'  10";  OA  1-?;=129'  32'.  For  crystals  from  Zillerthal,  /A  7=118^'  4oV  — 50' 
(mean,  118'  47'  21");  0  A  T,  acute,  =  G7'  47'  20"  — 50'  (mean,  67'  47'  38");  0  A  I,  obtuse,— 
11-i^  10'  20"-13'  (mean,  112'^  12'  57");  0  A  l-^=l29°  43'  lu"-50'  (mean,  129"  42'  38  ').  Pie 
gives  as  the  calculated  results  for  adularia,  I A  7=118°  47'  and  61°  13' ;  0  A  7=67°  47'  20"  and 
112°  12'  40";  0  A  l-^■=129•^  43'  26"  ;  0  A  2-i=135"  3'  39" ;  C  {0  A  i-i)=63°  56' 46". 

(6)  Sunstom,  or  aveniurine  feldspar  (Heliolite  Belameih.,  T.  T.,  ii.  200).  In  part  ortboclase;  rest 
albite  or  oligoclase  (q.  v.). 

(c)  Xecronite.  A  cleavable  feldspar,  fetid  in  odor  when  struck.  The  original  was  found  by 
Ilayden  near  the  York  and  Lancaster  road,  21  m.  from  Baltimore,  in  granular  hmestone,  and 
was  whitish  or  bluish  in  color.    jSTaraed  from  vskooc^  a  corpse. 

(d)  Aiiiazonstoae.    Bright  verdigris-green,  and  cleavable. 

(e)  Enjihrite.  Flesh-red,  from  amygdaloid,  near  Kilpatrick.  Made  out  by  Thomson  to  contain 
3  p.  c  of  magnesia.    Named  from  e^ut/oo.,  red. 

(/)  Sanidin  of  Nose,  or  glassy  ftldspar.  including  much  of  the  Ice-spar^  part  of  which  is  anorthite. 
Occurs  in  transparent  glassy  crystals,  mostly  tabular  (whence  the  name  from  ^afif,  a  board)  in 
lava,  pumice,  trachyte,  phonolite,  etc.  Proportion  of  soda  to  potash  varies  from  1  :  20  to  2  :  1. 
A..  Mitscherlich  finds  in  some  kinds  0*79 — 2-.J3  p.  c.  of  baryta.  Rhyacolite  is  the  same;  the  name 
was  applied  to  glassy  crystals  from  Mt.  Somma  (Eisspath  Wtrn.),  Rose  has  since  observed  (Kryst. 
Ch.  Mm.,  8s)  that  the  specimen  he  analyzed  (Pogg.,  xxviii.  143)  probably  contamed  some  mixed 
uephelite,  and  that  the  mineral  is  ortlioclase.  Named  from        stream  (lava  stream),  and  Ai0o$-,  titone. 

{§)  Clitderlite.  In  white  crystals,  smooth,  but  feebly  lustrous,  implanted  on  dolomite  in  Ches- 
ter Co.,  Penn.,  and  having  the  variations  in  it 3  angles  above  statecL  It  contains  but  little  soda. 
Twins  occur  with  composition  parallel  to  0,  and  also  parallel  to  both  0  and  i-i^  the  latter  appar- 
ent by  the  meeting  of  stria3  along  the  middle  of  an  0,  and  the  former  by  the  same  on  an  i-h 
Crystals  vary  from  a  line  in  breadth  to  1^  in.  G.  =  2'531  SilUmaru  Erni's  analysis  (This  Min.,  3d 
edit.,  1>50.  t)78)  is  erroneous,  and  therefore  not  cited  here. 

{li)  jUcrodln.  Usually  in  cleavable  masses,  whitish,  grayish,  or  reddish,  and  opalescent.  The 
original  was  from  the  zircon-syenite  of  Fredericksviirn  and  Laurvig  and  Brevig,  Norway.  Brei- 
thaupt made  the  angle  between  the  two  cleavage  planes  90°  22'  — 90°  23',  instead  of  90°;  and 
hence  derived  the  name,  from  niKooi,  liUle^  and  I  incline.    The  analysis  (No.  55)  gives  for  the 

ratio  of  Xa  to  K  3  :  2.  But  Breithaupt  has  since  referred  to  microclin  the  feldspar  of  Arendal, 
which  afforded  him  the  same  angle,  but  yet  contains  but  a  trace  of  soda  (No.  22).  lie  also  refers 
here  a  feldspar  from  Kangerdluarsuk,  Greenland  (anal.  54),  which  is  near  the  first-mentioned  in 
composition,  and  gave  the  angles  6*  a  2;-i=90°  22',  OA  7=112°  9',  Oa7'=113°  lo',  0  A  1-1= 
129^  34',  i-i  A  7'  =  119°  13'  7a  7  =119°  4',  7a  £-^  =  121°  43';  also  the  feldspar  of  the  micaceous 
rock  (called  Miascyte)  of  Miask  (Urals),  which  has  Na  :  K=l  :  1,  with  an  excess  of  silica,  accord- 
ing to  an  unsatisfactory  analysis;  also  a  Bodenmais  feldspar  of  gray  and  greenish  colors,  with  G. 
=  2'575  — 2-o94,  but  he  suggests  that  Kerndt's  analysis  (No.  56)  was  probably  made  on  a  mixture 
of  microclin  and  oligoclase,  the  two  occurring  together;  while  Potyka  found  that  the  green  variety 
(anal.  25 )  contained  little  soda.  Potyka  also  states  that  the  actual  form  was  triclinic,  and  that 
the  cleavage  face  had  the  usual  strias  of  triclinic  feldspars;  but  Kenngott  observes  (Ueb.,  18til, 
73)  that  he  did  not  find  the  striae  on  a  Bodenmais  specimen,  and  H.  Fischer  none  on  the  feldspar 
of  the  zircon-syenite.  Other  loc.  reported  by  him  are :  Le\vis  Co.,  N.  Y.,  with  black  pyroxene  ; 
Baveno  in  Italy ;  Lomnitz  and  Fischbach  in  Silesia,  of  red  color  ;  Scholtzenberg  and  Kunersdorf, 
Silesia;  Olbern-liau  in  Silesia,  grayish-white,  G.  =  2*593;  Sforzella  in  Predazzo,  white.  G.  =  2-506; 
syenite  of  the  Plauen-Grund,  near  Dresden — an  extension  of  its  distribution  which  mast  make 
it  easy  to  test  the  value  of  its  distinctive  characters. 

Notwithstanding  the  measurements  of  Breithaupt,  microclin  is  probably  monoclinic.  Descloi- 
zeaux,  after  optical  investigations  (Min.,  i.  341 ),  refers  it  to  orthoclase.  'it  is  to  be  observed  that 
these  angles  were  obtained  from  kinds  having  little  soda  as  well  as  others  having  much.  More- 
over, loxoclase,  in  which  the  amount  of  soda  is  stiU  larger,  is  monoclinic. 

{i)  Loxoclase.  In  grayish-white  or  yellowish  crystals,  a  little  pearly  or  greasy  in  lustre,  often 
large,  feebly  shining,  lengthened  usually  in  the  direction  of  the  clinoliagonal.  0  A  7=112°  30', 
0  A  7'=  112^  50',  7  A  7'  =  120°  20',  O  a  i-i  (cleavage  angle)  =  90°,  Breith.  G.  =  2-6  — 2*62,  Plattner. 
The  analyses  find  much  more  soda  than  potash,  the  ratio  being  about  3:1,  but  how  far  this  is 
due  to  mixture  with  albite  has  not  been  ascertained.  From  Hammond,  St.  Lawrence  Co.,  N.  Y. 
Named  from  A  -^(j?,  transverse.,  and  nAo  7  ckave,  under  the  idea  that  the  crystals  are  peculiar  in 
having  cleavage  parallel  to  the  orthodiagonal  section. 

{j)  Breithaupt  has  added  still  other  names.  His  Paradoxite,  from  tin  mines  near  Marienberg,  etc., 
has  (L  c.)  7a7  =  119^0';  7aw  =  120'^  4u',  7a  ^■.^  =  120°  2u';  H.  =  oi— 6;  G.  =  2-440  — 2-455 ; 
color  flesh-red.    Contains  potash  as  the  alkali,  with  little  or  no  soda.    (.%)  His  Cottaiie  is  the 
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grayish-white  orthoclase  in  twins  from  granite  in  Carlsbad,  Bohemia,  circle  of  Elbogeu ;  bj  his 
trials  it  has  G.=:2-6091  — -i-GOhlS,  H.  =  6— 6^,  and  /A /' about  120'^ ;  and  by  Roessler's  analysis 
(B.  H.  Ztg.,  XXV.  39)  it  contains  8  p.  c.  of  soda  to  5  of  potash.  But  Eedner  and  Bulk  have  found 
(anal.  14,  15)  that  it  is  an  ordinary  potash-feldspar  with  over  14  p.  c.  of  potash,  and  has  Gr.  =  2-55 
—  2-57H.  (l)  His  Muldan  is  from  Mulda  near  Freiberg;  it  is  stated  to  have  /'  Ai-e  =  117°,  I'  Ai-i 
-116",  OA/=116°-116r,  C>A/=in°;  G.  =  2-54-2-56.  Moll's  analysis  (No.  12)  shows  that 
it  is  common  orthoclase,  although  irregular  in  its  angles. 

[m)  Lazurfddspar  (Lasurfeldspath),  a  feldspar  having  H.  =  6,  and  Gr.  =  2"597,  and  the  cleavage 
of  orthoclase,  found  near  Lake  Baikal  with  lapis  lazuli. 

Perthite  A  flesh-red  avcnturine  feldspar,  consisting  of  iuterlaminated  albite  and  ortho- 
clase, as  shown  beyond.    From  Perth,  Canada  East. 

(o)  Mwcliisoiiite  is  similar  flesh-red  feldspar  to  perthite,  with  gold-yellow  reflections  in  one  di- 
rection, like  sunstone ;  and  stated  to  have  also  an  unusual  cleavage  direction  besides  the  two  ob- 
served. From  Dawli^h  and  Exeter,  England.  Named  after  its  discoverer,  Murchison  the  geologist. 

Weissigite.,  of  Jenzsch,  is  in  small  whitish  or  reddish-white  twin  crystals,  and  is  from  the  cavi- 
ties of  amygdaloid  at  Weissig  near  Dresden;  G.=r2"538  — 2"546.  I.  Lea  has  named  (Proc.  Ac. 
Philad.,  May,  1866)  a  greenish  oilhoclase  from  Lenui,  Delaware  Co.,  Pa.,  "almo.st  without  cleav- 
age," lenmlite ;  other  specimens  of  the  same  locality,  pearly  and  distinctly  cleavable,  delaivarite ; 
and  a  dull  bluish-green  subtrausparent  kind,  of  an  aventurine  character,  containing  minute  parti- 
cles bright  and  hexagonal  (hematite?)  from  Blue  Hill,  2  m.  N.  of  Media.  Pa.,  cassinite.  These 
are  announced  only  as  varieties  of  orthoclase ;  but  their  distinctive  characters  are  not 
such  as  to  entitle  them  to  special  names.  There  is  no  place  in  the  'science  of  Mineralogy  for 
names  so  given. 

2.  Compact  Orthoclase  or  Okthoclase-felstte.  This  crypto-crystaUine  variety  is  common 
and  occurs  of  various  colors,  from  white  and  brown  to  deep  red. 

Tliere  are  two  kinds  {a)  tlie  jaaptr-like.,  with  a  subvitreous  lustre ;  and  (6)  the  ceratoid  or  loax-like, 
with  a  waxy  lustre.  Some  red  kinds  look  closely  like  red  jasper,  but  are  easily  distinguished  by  the 
fusibility.  The  orthoclase  difters  from  the  tlbite  felsite  in  containing  much  more  potash  than  soda. 
Lee'ite,  named  after  J.  F.  Lee,  is  a  deep,  flesh-red  variety,  of  waxy  lustre,  from  Grjphyttan,  Sweden. 

The  Swedish  name  HaUeJiinta  means  false  flint. 

A.  Proportion  of  soda  much  less  than  that  ofjwtash  ;  from  -^-^  and  less  to  |. 

Analyses:  1,  Val.  Rose  (Scheerer's  J.,  viii.  244);  3,  Diirre  (Ramm.  Min.  Ch.,  623);  .8,  S.  D. 
Hayes  "(Pogg,  cxiii.  468);  4,  Abich  (Pogg,  li.  528,  B.  H.  Ztg.,  Jahrg.,  19);  5,  Schwalbe  (Kenng. 
Ueb.,  1861,  ,3);  6.  7,  Abich  (1.  c);  8,  Plattner  (Pogg.,  xlvi.  299);  9,  Brongniart  &  Malaguti  (Ann. 
d.  M.,  IV  ii.  465);  10,  Kroner  (b'ogg.,  Ixvii.  421);  11,  Kersten  (J.  pr.  Ch.,  xxxvii.l7i);  12,  Moll 
(Ramm.  Min.  Ch.,  624j ;  1 3,  Jenzsch  (Pogg.,  xcv.  3U4) ;  1 4,  1 5,  Redner  and  Bulk  (ZS.  G.  xviii.  394) ; 
16,  A.  Streng  (Jahrb.  Min.  1867,  541);  17,  v.  Hauer  (Kenns:.  Ueb.,  1856-7,  106);  18,  19,  Delesse 
(Bull.  G.  Soc,  n.  X.  5«8);  20,  C.  Bischof  (Bischof,  Lehrb.^GeoL,  IL  2171,  2187);  21,  H.  Risse 
(Geol.  Beschr.  Baden,  1861);  22.  Jevreinof  (Pogg.,  xlvii.  196);  23,  SchuUz  (Ramm.  Min.  Ch.,  628); 
24,  Jenzsch  (Jahrb.  Min.  1855,  8(i0);  25,  J.  Potyka  (Pogg.,  cviii.  363);  26-30,  Richter  (ZS.  G., 
xiv.  49.  53);  31,  Haughton  (Rep.  Brit.  Assoc.,  1863,  55,  Q.  J.  G.,  xx.  269);  32,  Id.  (Phil.  Mag.,  lY, 
xxxii.  221);  33-:^5,  C.  W.  C.  Fuchs  (Jahrb.  Min.  1862,  787,  788);  36,  37,  Lasch  (v.  Dechen,  G. 
Beschr.  Siebeugeb.,  Verb.  pr.  Rheinl.  Jahrg.,  9.  289);  38-39,  Lewinstein  (J.  pr.  Ch.,  Ixviii.  98); 
40,  Rammelsberg  (Min.  Ch.,  1003);  41,  F.  A.  Genth  (KeUer  &  Tied.,  iii.  48ti);  42,  Smith  &  Brush 
(Am.  J.  Sci.,  IL  xvi.  42);  43,  44,  J.  D.  Whitney  (Am.  J.  Sci.,  II.  xv.  440,  xxviii.  16);  45.  46,  Boye 
&  Booth  (Proc.  Am.  Phil.  Soc.  Philad,,  ii.  53,  Jahrb.  Min.,  1845) ;  47.  T.  S.  Hunt  (Rep.  G.  Can.,  1863, 
474);  48  Smith  &  Brush  (Am.  J.  Sci.,  IL  xvi.  44) ;  49,  G.  F.  Barker  ib.  xxvi.  70). 

B.  Proportion  of  soda  to  potash  between  f  :  1  and  2:1. 

50,  51,  G.  Gmelin  (Pogg.,  IxxxL  313);  52,  53,  Scheerer  (Pogg.;  cviii.  426);  54,  55,  Utend5rfer 
(Breith.  B.  H.  Ztg.,  1858,  No  6,  xvii.  11);  56,  Kerndt.  (B.  H.  Ztg.,  xvii.  11) ;  57,  Rube  (ZS.  G.,  xiv. 
53);  58,  T.  S.  Hunt  (Phil.  Mag.,  IV.  i.  322,  Am.  J.  Sci.,  XL  xii.  212);  59,  C.  W.  C.  Fuchs  (Jahrb. 
Min.,  1862,  789);  60,  Heflfter  &  Joy  (Ramm.  Min.  Ch.,  626);  61,  G.  Bischof  (Lehrb.  Geol..  1.  c); 
62,  Abich  (].  c);  63,  G.  Rose  (Pogg.,  xxviii.  143);  64,  65.  Lewinstein  (1.  c.) ;  66,  Schnabel  (Ramm. 
Min.  Ch.,  626);  67,  66,  G.  Bischof  (1.  c);  69,  v.  Rath  (ZS.  G.,  xii.  44);  70-73,  T.  S.  Hunt  (Rep. 
G.  Can.,  186.3,  476). 

C  Proportion  of  soda  to  potash  over  2  :  1. 

74,  75,  Smith  &  Brush  (Am.  J.  Sci.,  IL  xvi.  43);  76,  Plattner  (Pogg.,  Ixvii.  419);  77,  F.  Sand 
berger  (Geol,  Beschr.  Baden,  Carlsruhe,  1861,  48);  78,  Delesse  (Ann.  Ch.  Phys.,  III.  xxv): 

A.  Proportion  of  soda  much  less  than  that  of  potash ;  from      and  less  to  |. 

Si        Al       J'e     Mg     Ca     Na      K  ign. 

1.  Lomnitz,  Silesia         66-75    17-50    1-75    1'2.=)    12-00   =98-25  Rose. 

2.  "  "  67-01    18-60    0-85    0'19    0-56    2-Ul    11-41  =100-63  Diirre. 

3.  "  "      rdh.  65-10        20-12   2-42    12-80   =100-44  Hayes. 
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St.  aoLliard,  Adiil. 

"  Fibia 
Baveuo,  green 
Siberia,  Amaz. 

Lfexico,  Va^enc. 
Ceylon.  Moonstone 
^larieubcrg-,  rdh. 
Filrstenstollen,  Sax. 
Mulda.  Sax.,  hh.-io. 
Radeberg,  Sax.,  wh. 
Carlsbad,  iioim 

Kjffhauser  Mts. 
Brazil 

Chamoani,  wh. 
Yosges,  rdh. 
Scliemnitz 


Si 
G5-69 

64-  62 

65-  72 

65-  32 

60-82 

64-  00 

66-  43 

65-  52 
65-75 
65-24 
63-02 

65-  23 

62-  75 

63-  84 

66-  48 

64-  26 
64-00 


17-  97 

18-  50 

18-  57 
17-89 

17-58 

19-  43 
17-03 
17-61 

17-  72 
2t)-40 
18  28 

18-  26 

17-  71 

19-  24 
19-U6 
19-27 

18-  00 


0-30 
0-09 


0-49 

0-80 


0-27 
2-87 


0-50 
0-53 


Mg  Oa  Ka 

  1-34  1-01 

0-21  0-70  1-55 

0-10  0-34  1-25 

0-09  0-10  2-81 


0-20  0-42   

  1-03  0-9 L 

  0  94  1-70 

  0-82  3-66 

 0-27 

 2-41 

tr.  1  -45 
1-50  2-03 
0-41  2-48 
0-63  2-30 
0-70  2-88 
0  78  0-79 


0-84 
0-14 

tr. 


0-77 
0-31 


Baden,  rdh. 
Arendal,  Microclin 


65-32 
65-76 

"  "  65-55 

Weissigite  65  00 

Bodenmais,  gn.,  Micr.  63-12 
Himmelfahrt,  w.  (|)  65-71 
aiashiitte,  red  64-53 
Eppendorf,  vM.  65-00 
Cliurpriiiz,  rdh.  65  10 

Emanutl  Erbst.,  rdh.  66-21 
Donegal.  Irel.  (§)  63  20 
Greenland  H4-40 
Ockerthal,  iv.,  (|)  66-92 
Rehberg,  gnh.  (|)  t-.5-53 
Meineckeb.,  rrf/i.  (j)6G-8(» 
Sutterliach,  Saaidln  65-62 
Schartenberg,  ' 
Perleuliardt,  ' 
Dracheniels,  ' 


19-52   

18-  31  

17-  99  

19-  54   

19-78  Fel-ol 

18-  75  tr. 
17-96  1-31 


18-76 
17  41 
18-01 
18-(i4 
18-96 
18-50 


0-  82 
1  03 

1-  37 

0-  68 

1-  04 

2-  7  8 


20-62  Fel-90 
17-97  Fe2-91 
17-16  1-67 


67-42 
65-26 
6o-59 

65-  ^7 
,  65-o0 
(I)  64-97 

66-  70 
65-45 


15-88 

17-  62 
If, -45 

18-  53 
•zO-iO 
17-65 


2-83 
0  91 
1-58 


1-61 
0-13 
0-25 
'  tr. 
0-10 
U-15 
0-18 
Oil 
0  14 

0-13 
tr. 

0-15 
0-35 
0-93 
0-39 
tr. 
0-27 


0-  15 

1-  20 
1-50 
0-19 
0  66 
0-85 
0-72 


3-12 
tr. 

1-  54 

2-  11 
1-05 

ir. 


Davidson  Co.,  N.  C.     65-o0  -zO  'iO  tr. 

Chedtrliie             (1)64-97  17-65  0-50 

L.  Cluperior,  rdh.         66-70        18  68 

red          65-45  18-i6  0-57 

Tucker's  Qu.,  Del.,  iv.  65-24  19-02  tr. 

"Wilmington.  Del.,  g.    66-51  17-67  1-33 

Argenteuil,  Can.,  w.    65-75  19-4i)  

Danbury,  Ct,  w;.     (|)  63-88  18-97   

64-25  18-80   

^  Impurity,  or  mostly  so. 
B.  Proportion  of  soda  to  potash  between  |  :  1  and  2:1. 


0-13 
0-30 


0-20 


0-32  0-66 
0-52  2 -23 
0-98  3-87 
2-75  0-78 

0-  45  2-35 

1-  31  2-56 
0-46  3-25 

0-  52  3-67 

2-  44  0-44 
2-77  0-43 

1-  05  2-49 
0-97  2-04 
0-95  3-42 
0-O5  0-79 
0-61  1-69 
0-3O  3-58 
 0-65 

0-  33  3-06 

1-  -24  3-03 
0-45  0-69 

0-  70  3-78 

1-  20  2-40 


K 

13-  99 
15-58 

14-  02 

13-  05 

14-  80 

14-  81 

13-  96 
12-98 
12-05 
12-35 

15-  67 

14-  66 
12-24 

12-  66 

10-  52 
l'.'-58 

15-  43 

11-  66 
14-06 

13-  74 

12-  69 
12-57 

12-  79 

14-  90 

13-  99 

13-  21 

8-  99 

14-  V»2 

13-  07 
7-83 
7-95 
7-58 

12-67 

10-  55 

11-  79 

12-  84 

10-  3i 

14-  35 

14-  02 
H-57 

15-  21 

11-  94 

9-  81 

13-  60 

11-  19 

12-  44 


[1-14] 


0-52, 


1-61: 

0  35: 


0-41): 

0-54, 


0-35, 

0-17: 

0-45: 

(>••>'>-- 

0-39: 

Om: 


0-34: 

0-09: 
0-3l): 


0-44: 


0-ti5: 
0-7U: 


0-25: 

0-40: 

0-31. 


=  100  Abich. 
]6a  0-17  =  101-38  S. 
=  l(iO  Abieh. 
Mn  0-19,  Oa  ^/•.=99-7a 
Ab. 

=  99-29  Plaltner. 
=  100  B.  ct  M 
=  99-85  Kroner. 
=  9'.' -5  5  Kersten. 
=  100  MoU. 
Li  0-7 1=100-33  J. 
Ba  0-48  =  100  Redner. 
=  99  87  Bulk. 
=  100-74  Streng. 
=  98-98  Hauer. 
=  98-99  Delesse. 
=  99-36  Delesse. 
Ph  &  Ca  0-32  =  100-70 
Bischof 

=  99-77  Risse. 
=  99-;i2  Jevreinof. 
=  100-32  Schultz. 
Li  0-56  =  99-94  J. 
=  99-87  Potyka. 
=:9V*-87  Richter. 
=  99-57  Richter. 
=  99-87  Richter. 
=  100-U4  Richter. 
=  99  7  5  Richter. 
=  101-08  Haughton. 
=  l(Mi-41  Haughton. 
=  100-24  Fuchs. 
=  99-93  Fuchs. 
=  99-74  Fuchs. 
=  1  Oo  Lasch. 
=  100  Lasch. 
=  99-47  Le-vs'instein. 
=  l(iO-40  Lewiustein. 
=  99  92  Rammelsberg. 
=  100-69  Genth. 
=  100-;;n  S.  &  B. 
=  99-53  "Whitney. 
=  100-14  Whitney. 
=  99-72  B.  &  B. 
=99-89  B.  &  B. 
=  100-14  Hunt. 
=  99-12  S.  &  B. 
=  9'J-39  Barker. 


50.  Fredericksv'n, 

2ficr. 

65-18 

19-99 

0-63  0-48 

7-08 

7-03 

0-3S 

=  100-77  Gmelin. 

51.  Laurvig, 

u 

65  9  • 

19  46 

0-44    0-27 

6-14 

6-55 

(1-12 

=  98-88  Gnielin. 

52.  Z-rcon- Syenite, 

66-03 

19-17 

0-31  0-20 

6-83 

6-9'^ 

0-21 

=  99-71  Scheerer. 

5:^. 

65-68 

19-53 

0-52    0-22 

7-11 

6-93 

0-11 

=  100-10  Scheerer. 

54.  Kangerdluarsak,  " 

6rt-9 

17-8 

0-5  0-6 

6-5 

8-3 

=  l('0-6  Utendorfler 

55.  Miask, 

a 

68-16 

2O-50 

4-72 

6-62 

=  1 '  '0  Utendorfter. 

56.  Bodenmais, 

It 

63-rt6 

17-27 

FeO-45  2-28  0-39 

5-13 

10-66 

Mn  0-15  Kerndt. 

57.  Hartha,  Erzg., 

rdh. 

66-69 

18-44 

1-28  0-34  0-85 

4-28 

7-48 

=  99-36  Rube. 

58.  Perthiie, 

66-44 

18-35 

I-OO  0-24  0-67 

5-56 

6-37 

0-40 

=  99-03  Hunt. 

59.  Radauthal,  trp. 

(1)  66-05 

20-52 

tr.     tr.  0-72 

5-41 

6-96 

0-19 

=  99  85  Fuchs. 

60.  Kostenblatt, 

San. 

65-36 

19-41 

0-43  0-87  0-55 

4-06 

9-32 

=  100  H.  &  J. 

61.  Ischia, 

u 

67  09 

18  88 

1-25  0-03  U*35 

4-59 

7-58 

=99-77  Bischof. 
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Si 

a\ 

Fe 

Mg  Ca  Na 

K 

ign. 

62.  Epomeo,  Ischia,  San.  66*73 

17-56 

0-81 

1-20  1-23  4-10 

8-27 



=  99-90  Abich. 

u-l     TTifc.!  hmh 

no.  Xiiifei,  onn.^ 

u 

66-30 

18-81 

tr. 

0-75  1-50  4  61 

7-89 



=  99-86  Rose. 

04.    "     cry  si. 

(( 

66-50 

16-69 

1-36 

1-43  0-35  4-93 

8-44 



=  99-70  Le\Ainstein. 

6o.  Pappelsberg, 

66-03 

17-87 

0-52 

0-19  0-47  6  08 

8-86 



=  100-02  Lcwinstein. 

G6.  Langenberg, 

(< 

66-33 

19-02 

0-52 

  0-76  7-32 

6-02 



=  99-97  SchnabeL 

67.  " 

(( 

68-18 

1 8-33 

0-7 1 

o-ifi  o•'\^  /t-fifi 

7-15 

—  OV   lU  X)lfcLUUl. 

68.  Eosenau, 

l( 

67-90 

19-25 

1-42 

0-^4    4-93 

5-35 



=  9y-49  Bischof. 

69.  Lowenberg 

u 

690 

19-7 

ir.    1-4  5-0 

5-3 

0-4= 

:  100-8  V.  Ratn. 

TO.  Chambly,  Can. 

>S'aTO.66-15 

19-75 

  0-95  5-19 

7-53 

0-55 

—  1  0(1-1  9  Hunt 

  l.\J\J    i  1^    XI  Llllu* 

71.  Broome  Mtu.,  " 

(( 

65-70 

20-80 

  0-84  6-43 

6-52 

0'5( ) 

 J.UU    \u  XXULlt* 

72.  Shefford  Mtu.,  " 

(( 

65-15 

20-55 

  0-73  6-39 

6-67 

0-50 

—  QQ-QQ  Hunt 

73.  Mt.  Royal, 

63-25 

22-12 

  0-56  5-92 

6-29 

0-93 

C.  Proportion  of  soda  to  potash  over  2 

:  1. 

74.  Loxoclase 

65-40 

19-48 

1-25  0-20.2-26  7-23 

2-76 

0-76 

=  99-34  S.  &  B. 

75. 

66-31 

18-23 

0-67 

0-30  1-09  7-81 

4-35 

0-20 

=  98-96  S.  &  B. 

76.  " 

63-50 

20-29 

0-67 

  3-22  8-76 

3-03 

Si,F,H  1-23  =  100-7 

77.  Lochwald,  w. 

66-37 

19-95 

ir. 

0-40  9-64 

3-42 

=  99-77  Sandberger. 

78.  Dransfeld,  glass% 

t 

64-86 

21-46 

tr. 

  1/r.  10-52 

2-62 

=  98-99  Delesse. 

In  anal.  5,  G,=  2-5685,  colorless,  trl. ;  6,  G.  =  2-555;  10,  G.  =  2 -44  ?,  gangue  of  tinstone  ;  13, 
G.  =  2-548;  16,  G.  =  2-56,  in  dioryte ;  23,  G.  =  2-575;  24,  in  amj^gdaloid,  altered  laumontite ;  26- 
30,  from  the  Erzgebirge ;  33,  G  =2*592,  0.  ratio  1  :  2*9  :  11-9,  in  granite  with  oligoclase  and 
quartz,  Harz ;  34,  G.  =  2-58,  0.  ratio  1:34:  12-4,  Harz;  35,  G.  =  2  573,  0.  ratio  ]  :  2  8  :  11-7, 
Harz;  36,  G.  =  2-60;  39,  G.=2-547;  45.  G.  =  2-585;  46,  G.  =  2-603,  3  m.  from  Wilmington;  49, 
G.  =  2*58;  50,  G.  =  2-o8;  54,  G.  =  2-o84— 2  598,  from  Greenland,  green;  55,  G.  =  2  587  — 2-.^90, 
Breith. ;  58,  G.  =  2-57  —  2-58  ;  59,  G.  =  2-595,  0.  ratio  1  :  3*4  :  12-5,  Harz,  in  granite-like  gangue 
from  the  Gabbro,  with  oligoclase  ;  60,  in  phonolite,  Bohemia  ;  61,  lava  between  Lecco  and  Forio ; 
G3,  64,  G.  =  2-576,  from  volcanic  sand  of  Rocke skill ;  66,  67,  trachyte  conglomerate  of  Langenberg 
in  the  ^iebeugebirge  ;  68,  trachyte  conglomerate  of  "  Kleinen  Rosenau  "  in  the  Siebengebirge  ;  69, 
from  doleryte  in  the  Siebengebirge,  G.  =  2-567  ;  70,  from  porphyritic  trachyte;  71,  from  granitoid 
trachyte;  73,  compact  white  trachyte  ;  77,  in  a  fine-grained  granite. 

Phillips,  in  an  imperfect  analysis  murchUordie  (Phil.  Mag.  &  Ann.,  i.  448),  obtained  Si  68-6, 
^1  16-6,  K  14-8.    The  mineral  came  from  Dawhsh,  and  is  evidently  orthoclase. 

The  |;e?-^/r/^e  afforded  Gerhard  (ZS.  G.,  xiv.  151)  the  same  composition  as  obtained  by  Hunt, 
viz.:  Si  65-83,  Al  18-45,  ¥e  1-72,  Ca  tr.,  IS^a  5-06,  K  8*54,  ign.  0-32  =  99-92.  But  he  found,  fur- 
ther, that  it  was  divisible  into  thin  reddish  and  whitish  layers,  which  were  respectively  orthoclase 
and  albite.    These  layers  afforded  him  (1.  c.) : 

Si  ^1         3Fe       Ca       Xa  K 

1.  Red  layers,  Orthoclase    65-36       18-27       1-90       ir.       2-25       12-16  =  99-94 

2.  White  layers,  Albite       67-23       18-52       1-47       ir.       8-50         3-34=99  06 

Tlius  proving  that  the  supposed  soda- orthoclase  is  really  an  iutercrystallization  of  two  homoeo- 
morphous  species;  and  suggesting  that  other  similar  auomalies  among  the  feldspars  may  have  an 
analogous  origin.    The  0.  ratio  in  No.  1  is  0*94  :  3  :  12-49;  in  No.     0-96  :  3  :  12-09.  , 

An  orthoclase,  monocliuic  in  crystals  and  cleavage,  fr.  the  ncphelin-doleryte  of  Vogelsgebirge. 
aftbrded  A.  Knop  (Jahrb.  Min.  1865,  687)  Si  59-69,  Al  21  04,  fe  2-27,  Mn  ir.,  Mg  ir.,  Ca  0-95; 
Xa  6-55,  K  8-61,  Ba  2-27,  Sr  0  36,  Ti  ^r-.  =  10l-74.  The  mineral  is  remarkable  for  the  small 
amount  of  silica,  large  of  alumina,  and  the  presence  of  baryta.  The  peculiar  constitution  may  be 
a  result  of  partial  alteration,  or  of  crystaUinic  mixture ;  which  is  true  is  not  ascertained.  It  is 
intermediate  between  orthoclase  and  hyalophane. 

The  following  are  analyses  of  different  felsites,  additional  to  those  under  Albite  on  page  351. 


Si 

^1 

iSlg 

Ca 

Na 

K 

H 

1. 

Leeliie 

81-91 

6-55 

6-42 

8*88 

Thomson. 

2. 

Dannemora,  Helljl. 

81-24 

9-78 

0-64 

0-21 

0-78 

3-34 

3*10 

Erdmann. 

3. 

Saxony,  gyh.-red 

68-0 

19-0 

4-5 

1-1 

5-6 

Berthier. 

4. 

Nantes,  gnh.-gy. 

75-2 

15*0 

2-4 

1-2 

3-4 

l-o 

5. 

Brittany,  gnh.-gy. 

75-4 

15-5 

1-20 

1-4 

3*8 

Durocher. 

6. 

Pentland  HiUs 

71-17 

13-60 

1-40 

0-1 

0*40 

3-19 

3-5 

7. 

Harz 

73-29 

16  61 

1-76 

3-01 

2-33 

3  49 

Missokadis. 

8. 

Jungfrug 

76- 15 

13-46 

1-90 

1-52 

0*45 

2-84 

3*51 

9. 

Saxa-knut,  Sweden  79-55 

11-31 

0-42 

0-10 

2-52 

3-68 

2-38 

0-69 

IJNISILICATES. 
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Other  analyses  of  felsi'tes:  C.  W.  C.  Fuchs,  Jalirb.  Min.,  1862,  803. 

Pyr.,  etc. — B.B.  fuses  at  5 ;  varieties  containing  much  soda  are  more  fusible.  Loxoclase  fusea 
at  4.    Not  acted  upon  by  acids. 

Obs. — Ortlioclase  is  an  essential  constituent  of  many  rocks. 

1.  Granular  crystalline.  Grande  and  gneiss^  which  consist  of  orthoclase,  quartz,  and  mica. 
Mica  schist,  the  same  with  less  orthoclase  and  more  mica.  Syenite  and  syemt/c  gneiss,  like  the 
preceding,  but  containing  hornblende  in  place  of  mica.  Granu'yte,  a  mixture  of  granular  ortho- 
clase and  more  or  less  quartz.  Alhitic  granite,  a  granite  containing  albite  as  well  as  orthoclase. 
A  similar  rock  contains  oligoclase  in  place  of  albite.  Fyroxenyte,  a  rock  consisting  of  orthoclase 
and  pyroxene.  Miascijte,  a  granular  slaty  rock  consisting  of  orthoclase  and  eltcohte,  from  Miask 
in  the  Ural.  These  rocks  contain  the  orthoclase  in  cleavable  grains,  and  sometimes  also  in  dis- 
tinct disseminated  crystals ;  when  the  latter  is  the  case  the  rock  is  said  to  be  porpJiyni  c.  The 
finest  and  largest  crystals  of  orthoclase  occur  in  granitic  or  feldspathic  veins. 

2.  Compact  cryptocrystaliine.  Orthochdse-f els ite,  or  leelite.  already  described.  It  sometimes  con- 
tains quartz  in  disseminated  grains  ;  and  Diirocher  has  observed  cases  in  which  a  felsite  graduated 
into  a  granite  or  granulyte.  As  the  rock  was  originally  a  clayey  rock  (derived  from  the  wear  (not 
the  decomposition)  of  the  minerals  of  granitic  rocks)  it  is  natural  that  there  should  be  the  tran- 
sition here  mentioned.  The  feldspar  in  some  of  the  analyses  below  may  be  partly  of  oligoclase  or 
albite.    The  hiXileflinta  of  Sweden  is  for  the  most  part  here  included. 

As  the  granular  orthoclase  rocks,  granite,  gneiss,  and  the  like,  graduate  into  others  con- 
taining hornblende,  such  as  syenite,  syenitic  gneiss,  etc.,  so  the  compact  orthoclase-felsites  may 
graduate  into  others  that  are  hornblendic,  though  not  visibly  so  ; — and  these  last  will  indicate 
their  hornblendic  composition,  not  merely  by  their  composition  as  ascertained  by  chemical  analy- 
sis, but  also  by  their  high  specific  gravity.  The  spherules  of  variolyte  of  a  white,  grayish,  or 
greenish-white  color,  are  mostly  a  compact  feldspar  or  felsite  of  some  kind. 

Porplnjry^  in  part,  consisting  of  a  felsite  base  with  disseminated  opaque  crystals  of  orthoclase ; 
but  this  felsite  base  is  seldom  pure  orthoclase.  In  the  green  antique  porphyry,  it  is  an  intimate 
mixture  of  orthoclase  and  hornblende.    [The  feldspar  is  oiigoelase  or  albite  in  some  porphyry.] 

Plumolyte  (or  clinkstone),  a  compact  grayish  rock,  often  contaming  crystals  of  glassy  feldspar, 
and  having  a  zeolite  in  the  base  along  with  orthoclase.  [In  some  phonolite  the  feldspar  is  oligoclase.  J 

Trachyte,  a  grayish  igneous  rock  of  rough  fracture,  intermediate  between  phonolite  and  a  gran- 
ular crystalline  rock,  it  owing  its  roughness  of  surface  largely  to  the  grains  of  glassy  feldspar 
whicli  mainly  constitute  it. 

Argillyte  and  talcose  £cAz'>^  generally  contain  more  or  less  of  orthoclase  in  a  cryptocrystaliine  or  un- 
distiuguisliable  state.  Often,  however,  as  analj'ses  show,  the  alkalies  are  mostly  wanting;  and 
when  so,  the  amount  of  feldspar  is  small ;  and  it  may  be  wholly  absent. 

3.  Amorphous.  Obsidian  or  volcanic  glass  is  sometimes  an  impure  orthoclase  in  a  glossy  state; 
and  in  other  cases  it  is  a  mixture  of  orthoclase  or  labradorite  and  augite  with  chrysolite  and  much 
iron,  the  materials  varying  with  the  lavas  of  a  volcano  ;  for  any  lava  will  become  glassy,  and  thus 
make  obsidian,  by  rapid  cooling.    G.  =  2-2.5  — 2-8. 

Pdchstone  has  the  lustre  of  pitch  rather  than  glass;  pearlstone  has  a  pearly  lustre,  and  is  some- 
times in  spherules  ispherulite),  or  consists  of  spheroidal  concretions.  (.t.  =  2"3  — 2*4.  The  spher- 
ules of  pyromeride,  porphyry,  etc.,  are  quite  similar,  though  usually  having  an  excess  of  silica 
from  mixed  quartz.  Pitchstone  and  pearlstone  are  sometimes  in  compDsition  albite  or  oligoclase 
rocks  rather  than  orthoclase,  that  is,  contain  soda,  or  soda  and  lime,  instead  of  potash.  See 
analyses  below.  Fuchs  has  suggested  that  these  rocks  derive  their  glassy  portion  from  soUdified 
water-glas.t  and  not  from  the  fusion  of  a  feldspar, 

Krahlite  Forchhammer,  or  Baulite,  appears  to  be  a  siliceous  feldspathic  mineral  related  to  these 
concretions.  It  forms  the  basis  of  the  trachyte,  obsidi^m.  and  pitchstone  of  Iceland.  According 
to  von  Waherhausen,  it  occurs  also  in  triclinic  crystals;  and  he  deduces  the  oxygen  ratio  1:3: 
24:=(R  +  A1)  Si'-.  B  B.  fuses  only  in  thin  splinters;  in  acids  insoluble.  H.  =  6.  G-.  =  2-656, 
Forch.,  2-57  2,  AYalt.='^ 


*  The  following  are  analyses  of  pumice,  obsidian,  spheruhte,  krabhte,  etc.:  1,  Berthier  (Ann. 
d.  M.,  nr.  V.  543);  2,  Vauquelin  (Gehl.  N.  allg.  J.,  v.  2:^));  3,  4,  Erdmann  (J.  f.  techn.  Ch.,  xv. 
;-)2);  .5,  Thomson;  6,  Trommsdorf  (IST.  J.  d  Pharm..  iii.  301);  7,  Erdmann  (1.  c);  8,  Ficinus  (Schw. 
J.,  xxix.  136);  9,  Erdmann  (h  c);  lo,  Klaproth  iBeitr.,  ii.  62.  iii.  262)  ;  11,  Berthier  (Ann.  d.  M, 
vii.);  12,  13.  B.  Sillimau,  Jr.  (Dana's  Gr.  Rep.,  200j;  14.  Waltcrshausen  (Vulk.  Gest.,  211);  15, 
Delesse  (Bull.  (x.  Fr.,  II.  ix.  175);  16,  Forchhammer  (Skand.  Nat.  Samm.  i.  Stockh.);  17,  Geutb 
(Ann.  Ch.  Pharm.,  Ixvi.  271): 

Si        ^1       3?e      Ca     Mg    Na  Iv 

1.  Olsidian.  Vii^co    69*46      2-60     2-6o    7-54    2-60    5'08    7*12,  S  3-00=100  Berth. 

2.  "        Mexico  78        10         2        1  ,  .un  1-6=96  6  Yauq. 
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Many  localities  have  been  enumerated  above.  Fine  crystals  are  found  at  Carlsbad  and  Elbogeu 
in  Bohemia  (twins,  f.  314,  315);  Katheriuenburg  in  Siberia;  Areudal  in  Norway;  Baveno  in 
Piedmont;  Lomnitz  in  Silesia  ;  Land's  End  and  St.  Agnes  in  Cornwall ;  Albaschka  near  Mursinsk, 
and  near  Schailansk  in  the  Urals ;  the  Mourne  mountains,  Ireland,  -with  beryl  and  topaz ;  at 
Rubieslaw  in  Aberdeenshire,  Scotland,  etc. ;  in  great  abundance  in  the  trachyte  of  the  Drachen- 
fcls  on  the  Rhine;  also  in  the  lavas  which  devastated  the  island  of  Ischia,  near  Naples,  in  18»t2; 
at  Vesuvius,  where  it  may  be  obtained  in  profusion  in  the  valley  called  Fossa  Grande. 

In  the  U.  States,  orthoclase  in  crystals  occurs  in  Maine,  on  the  island  Mt.  Desert,  fine  green ; 
at  the  tourmaline  locality,  Paris.  In  K.  Harnp.,  at  the  Acworth  beryl  locality.  In  Mass.,  at  South 
Royalston  and  Barre.  often  large  cry  stals ;  at  Three  Rivers,  in  Palmer.  In  Conn.,  at  the  gneiss 
quarries  of  Haddam  and  the  feldspar  quarries  of  Middletown,  crystals  a  foot  long,  and  6  or  8  in. 
thick;  near  Bradley gville,  in  the  western  part  of  Litchfield,  crystals  2-3  in.  long,  abundant.  In 
A''.  York,  in  St.  Lawrence  Co.,  at  Rossie,  2  m.  N.  of  Oxbow ;  the  crystals  are  white  or  bluish- white, 
and  sometimes  an  inch  across ;  also  8  m.  from  Potsdam,  on  the  road  to  Pierremont,  where  crystals 
a  foot  through  are  said  to  have  been  found ;  and  near  DeLong's  miUs  in  the  town  of  Hammond, 
with  apatite  and  zircon,  where  the  loxoclase  is  obtained  ;  in  Lewis  Co.,  orthoclase  occurs  both 
crystallized  and  massive  in  white  limestone  near  Natural  Bridge,  with  scapolite  and  sphene ;  in 
Orange  Co.,  crystals  near  West  Point ;  more  abundant  and  interesting  forms  are  found  at  Rocky 
Hill,  m  Warwick,  with  tourmaline  and  zircon ;  and  at  Amity  and  Edenville ;  in  Saratoga  Co.,  at 
the  Greenfield  chrysoberyl  locality,  white  transluceut  crystals,  usually  coated  with  silvery  mica. 
In  Perm.,  in  crystals  at  Leiperville,  Mineral  HiU,  Delaware  Co.,  and  W.  Bradford,  at  Poor  House 
quarry,  Chester  Co.  (chesterhte) ;  sunstone  in  Kennett  Township.  In  N.  Car.,  at  AVashington 
Mine,  Davidson  Co.,  in  white  and  yellowish ^-rystals  (anal.  41). 

^lassive  orthoclase  is  abundant  at  the  above-mentioned  localities,  besides  many  others.  Green 
at  Mt.  Desert,  Me.,  near  S.  W.  Harbor;  at  Rockport,  Mass.  An  aveuturiue  variety,  with  bright 
coppery  reflections  in  spots,  at  Leiperville,  Pennsylvania.  Adularia,  at  the  Falls  of  the  Yantic, 
near  Norwich,  Conn.,  at  Brimfield,  Mass.,  with  iohte,  and  at  Parsonfield,  Me. ;  and  sunstone  at 
Lyme,  Conn.  (Some  of  these  may  be  oligoclase.)  Kaolin,  at  Andover,  Mass.,  and  abundantly  in 
New  Milford,  Kent,  and  CornwaU,  Conn.,  and  in  the  counties  of  Essex  and  Warren,  New  York ; 
also  in  New  Garden,  Chester  Co.,  Pa.,  abundant.  .Necronite,  ai  Roger's  Rock,  Essex  Co.,  and  at 
Thomson's  quarry,  near  19t)th  street.  New  York. 

For  recent  observations  on  cryst.,  see  Descl.  Min.,  i. ;  Ilessenberg's  Min.  Notizen,  Nos.  I.,  II„ 
lY.,  Y. ;  Websky,  ZS.  G.,  xv.  677  ;  Kokscharof,  Min.  RussL,  v.  115  ;  F.  Scharft'.,  Abh.  d.  Senck. 
Ges..  vi. 

Alt. — Feldspar  may  be  altered  through  infiltrating  waters  carrying  more  or  less  carbonic  acid 
in  solution  (Forchhammer,  Fournet,  Bischofj;  also  through  the  action  of  waters  rendered  acid  by 
the  decomposition  of  sulphids  (Mitscherlich) ;  also  by  ordinary  waters  holding  traces  of  alkahue 
and  other  ingredients  in  solution  (Bischof). 

The  presence  of  a  sulphid  of  iron,  or  a  mineral  containing  protoxyd  of  iron,  as  some  mica, 
garnet,  etc.,  is  often  the  first  occasion  of  the  change.  The  decomposition  of  the  mineral  with 
the  attendant  oxydation  of  the  iron  distributes  ferruginous  w^aters  through  the  rock  (or  sulpliate 
of  iron  from  the  altered  sulphid),  and  thus,  by  a  disaggregating  or  decomposing  action,  prepares 
the  way  for  other  agencies. 


3.  Obsidian,  Telkban, 

4.  Pitchsione,  Meis. 

5.  "  Arran 

6.  "  bk.  Dresden 

7.  Pearlstone,  Hun. 
8. 

9.  Sphtruliie,  " 

10.  Pumice,  Lipari 
11. 

]  2.  PeWs  Hair,  ) 
Hawaii,  vole,  glass  ) 

14.  Sideromelane 

1 5.  Spher.  in  pyrom. 

16.  Kr abate,  Iceland 
17. 


Si 

74  80 
75-60 
63-50 
74-00 
72-87 

79-  12 
77-20 
77-50 
70-00 
51-19 
39-74 
49-25 
88-t)9 
74b3 

80-  23 


^1 


3Pe     Ca     Mff    Na  K 


12-40  2-03 

11-  60  1-20 

12-  74Fe3-80 
l7-003Fe2-75 
12-05  1-75 
12-00  2-4.5 
12-47  2-27 
17-50  1-75 
]  6-1*0  0-50 


10-55 
15-18 
603 
13-49 
12-08 


20-23 
0-58 
4-40 


1-96 
1-35 
4-46 
1-50 

1-  30 

3-34 

2-  50 

2-74 
9-61 

0-  28 

1-  <.t8 
0-95 


0-90 
6-69 


1-10 
1-10 
0-73 


1816 
2-40 
2-10 
1-65 
0-J7 


2- 
6-22 


6-40, 

f7 


•13 
•58 
-27 
•00 
6-50, 


21-62 
2-51 


1-12 


2-53 


5-56 
2-26 


tr. 

4-92 


Mn  1-31  =  99^80  Erdm. 
H  4  7 3=  103-95  Erdm. 

ign.  8-0=98-71  Th. 

Li  3-O0  =  98-25  Tr. 

Jl  3-0=98-20  Erdm. 

H  1-76  =  100-01  F. 

=  10t)^28  Erdmann. 

=  99-75  Klaproth. 

H  3-0o=ys^50  Berth, 

Fe  30  2H  =  99-61  S. 

Fe  22-29,  H  0-33  =  99  6'i 
=  10o  Waltersh. 

H  0-84=  lOij  Delesse. 
=  100-43,  F.    G=2  389. 
=  100-44  Genth. 


Other  analyses  of  obsidian,  Deville  (Bull  G.  Soc.  Fr.,  11.  viii.  427) ;  of  pumice,  ib. ;  also  Schafiei 
(J.  pr.  Cb.,  liv.  16). 


TJXISILICATES. 


When  the  iuflltratin.c?  waters  contain  traces  of  carbonic  acid,  the  feldspar  acted  on  fiist  loses  its 
lime,  if  a  lime  feldspar,  by  a  combination  of  the  lime  with  this  acid ;  next,  its  alkalies  are  carried 
off  as  carbonates,  if  the  supply  of  carbonic  acid  continues,  or  otherwise  as  silicates  in  solution. 
The  change  thus  going  on  ends  in  forming  kaolin  or  some  other  hydrous  silicate.  The  carljonato 
of  soda  or  potash,  or  the  silicate  of  these  bases,  set  free,  may  go  to  the  formation  of  other  minerals 
—  the  production  of  pseudomorphic  or  metamorphic  changes — and  the  supplying  fresh  and  marine 
waters  with  their  saline  ingredients. 

Z(/o/<VnsgeneraUy  a  simple  hydrous  silicate  of  alumina  (see  Kaolixite),  expressed  by  the  /ormuia 
^1  Si--H2  H=Silica  4G"3,  alumina  ;-)9*8,  water  13'9.  Orthoclase  in  changing  to  it  loses  1  K+  Si. 
Part  of  the  silica  set  free  may  go  off  with  more  or  less  of  the  potash,  or  may  form  opal,  quartz, 
siliceous  sinter.  The  alumina  also  is  often  in  part  removed  The  same  explanation  is  readily 
appUcd  to  the  change  in  albite  or  other  feldspars. 

When  the  change  is  not  carried  on  to  the  exclusion  of  the  protoxyd  bases,  certain  zeolites  may 
result,  especiaUy,  as  Bischof  states,  when  labradorite  is  the  feldspar  undergoing  alteration,  which 
species  he  describes  as  giving  origin  to  the  species  mesolite.  Massive  nepheiine  or  eheolite  is  a 
still  more  common  source  of  zeolites.  Anal.  52,  by  Sclieerer,  is  of  orthoclase  enveloping  the 
zeolite  bergmannite,  and  53,  of  the  same  enclosed  in  bergmannite,  this  zeolite  having  apparently 
been  formed  out  of  other  portions  of  the  orthoclase. 

'  When  the  waters  contain  traces  of  a  raagnesian  salt — a  bicarbonate  or  silicate — the  magnesia 
may  replace  the  lime  or  soda,  and  so  lead  to  a  steatitic  change,  or  to  a  talc  when  the  alumina  is 
excluded ;  and  when  augite  or  hornblende  is  present,  it  may  give  origin  to  clilorite. 

The  action  of  sulphurous  acid  from  volcanic  fumaroles  produces  often  a  complete  destruction 
of  the  feldspar  and  other  minerals  present,  giving  rise  to  deposits  or  incrustations  of  sDica,  in 
some  of  its  various  forms,  and  also  halloysite,  kaolin,  etc. 

Steatite,  talc,  chlorite,  kaohn,  lithoraarge,  mica,  laumontite,  occur  as  pseudomorphs  after  ortho- 
clase or  albite ;  and  tin  ore  and  calcite  often  replace  these  feldspars  by  some  process  of  solution 
and  substitution.    Labradorite  more  rarely  forms  kaolin. 

Orthoclase  is  also  described  as  occurring  altered  to  albite.  Tliis  has  been  mentioned  as  an 
example  of  parairiorphism,  the  two  species  being  dhnorphous.  But  as  these  feldspars  occur 
together  in  the  same  rock,  and  must  have  been  formed  under  very  similar  circumstances,  we  can 
hardly  suppose  that  either  is  liable  to  a  change  like  that  of  a  dimorphous  compound  to  the  form 
of  the  other. 

Artif. — Artificial  feldspar  has  been  observed  in  crystals  in  furnace  scoria  at  Mansfeld,  San- 
gerhausen,  near  Laimbach,  and  near  Stolberg.  Analyses  :  1,  2,  Heine ;  3,  Abich ;  4,  Rammels- 
berg : 

Si       ^1        Pe     Mg     Ca       Xa  K 

1.  Sangerhausen    64-53    19-20      1-20    1-33     ,  Ca  (i-2T  Heine. 

2.  65-95    18-50      0-68    4-28    10-47   ,  Cu  U-13  Heine. 

3.  "  65-03    16-84      0-88    0-.34    0-34      0-65    15-26,  Cu  0-30  Abich. 

4.  Laimbach  63-96    20-04    0*54    0-43     0-65    15-26  =  98-21  Ramm. 


The  oxygen  ratio  afforded  is  1  :  3  :  12.  But  the  last  is  an  iron-ort/wdase,  the  alumina  being 
replaced  by  sesquioxyd  of  iron. 

Ersbttte.  (Wasserfreier  Scolezit  [fr.  Pargas]  X.  Xordensk.,  Schw.  J.,  xxxi.  417,  1821.  Anhy- 
drous Scolecite.  Scolexerose  Beud.,  Tr  ,  ii.  55,  1832.  Yar.  of  Labrador  Frankt/th'^ini.  Svst.  d.  Krvst., 
136,  1842.  Ersbyit  A.  E.  Xordeuik.,  Finl.  Min.,  129,  1853.  Kalk-Labrauor  Faini:u..  Min.  Cli..  o'.t5, 
1860.)  Monoclinic,  with  the  angles  nearly  of  orthoclase;  /a/=11S  44.  0  >/-6  =  115  12  and 
f.4"  48',  /Az-3=149^  55',  i-i  A  i.3=15n°  IG',  /a2w  — 134°  49',  0  \2-<  =  .'9  ''  4s  fang.es  by  Xora., 
with  the  common  goniometer).  Observed  planes :  0;  verticd,  /,  i-<(,  <-3  ;  clinodome,  1-^";  hemi- 
dome,  Cleavage  :  0  perfect;  i-x  less  perfect.  H.  =  6;  lustre  vitreous,  pearly  on  surface  of 
cleavage;  color  white  or  grayish-white.  X.  Xordenskijld  obtained  in  an  analysis  (1.  c.)  Si  54-13. 
Al  29-23,  Ca  15-46,  H  l-(»7  =  99-87.  which  affords  the  0.  ratio  1:3:  t;,  or  that  of  laljradorire.  to 
which  species  it  has  been  referred  by  Frankenheim  and  Kammelsberg.  A  labradorite  without 
allcah  and  \^ith  the  angles  of  orthoclase  is  so  much  of  an  anomaly  as  to  be  at  least  of  very  im- 
probable ex;i;  fence.  It  may  well  be  altered  oriliodase  and  thereby  pseudomorphous.  Xordenski  »ld. 
while  making  the  form  luonodinic  in  the  text,  states  that  he  obtained  the  angle  90°  22  between 
the  two  cleavages  with  a  reflective  goniometer,  and  suggests  that  the  form  may  possibly  be  tri 
clinic.  Still  the  other  angles  are  so  closely  those  of  orthoclase  that  this  view  appears  quite  im- 
probable, as  he  also  must  regard  it,  since  he  does  not  adopt  it  in  the  text.  It  was  called  aahydroiUi 
scoleciie  by  N.  Xordenskiold,  because  the  0.  ratio  was  that  of  scolecite  miaics  the  water. 
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III.  SUBSILICATES. 

ARRANGEMENT    OF    THE  SPECIES. 

A.  Oxygen  ratio  of  bases  and  silica  4  :  3. 

I.  CHONDRODITE  GROUP. 

319.  Choxdrodite  Mg«SP  Mg«e4(e,  F),2||S' 

II.  TOURMALINE  GROUP.    Rhombobedral.    Containicg  boric  acid  as  a  base. 

320.  Tourmaline  fi,  B)**Si'  (R.,,  R,  /?A1,  /?B)« 0,1(0,  ¥),4^\i 

B.  Oxygen  ratio  of  bases  and  silica  3  :  2. 

1.  Containing  no  titanic  acid. 

I.  GEHLENITE  GROUP.    Tetragonal ;  isomorphous  with  the  scapoUte  group. 

321.  Gehlexite  (iS='  +  iIi)Si  (iea+i/?Al)3  0[[04iSi 

II.  ANDALUSITE  GROUP.    AnisoiDetric.    Containiug  only  sesquioxyds. 

322.  ANDALUSITE  ^1  Si  Ml3  0l|04||Si 

323.  EiBROLiTE  ^ISi  iffAlsOllO.lISi 

324.  Kyaxite  ^ISi  /ffAlaOHO^iSi 

325.  XOPAZ  AlSi,  with  F  repl.  one-fifth  the  0  F||0,|Si 

III.  EUCLASE  GROUP.    Monoclinic.    Containing  other  bases  besides  sesquioxyds.  % 

326.  EucLASE  (^H='  +  |Se'  +  iXl)Si  (^H2  +  |fie  +  t/?Al)3  0||0,||JM 

327.  Datomte  (iH^  +  |Ca^  +  tB)Si  (iH2  + E-ea+ 1 /?B)3  0|0,|lSi 

2.  Containing  titanic  acid. 

I.  GUARINITE  GROUP.  Tetragonal. 

328.  GuARixiTE  (Ca-t-Ti)§i,  or(iOa^  +  |-Ti^)Si  ftOa  +  t  ).^i)3  0iO,||Si 


II.  TITANITE  GROUP.  Anisometric.  || 

329.  TiTANiTE  (iCa='+f  Ti^^Si  (iOa+a  )Ti)3  0||0,||Si 

330.  Grothite  (R^  JJ,  Tit)  Si  (f  Oa  +  i  li¥e  +  \  yTi)30||0.||Si 

331.  Keilhal™  (fi^^^,Til)Si  i^a  y^i):. •^Il^4|i>i 

332.  Tscheffkinite  (R^Tit)Si  (^ft  +  f  y*i)3  0ii04||S: 
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C.  Oxygen  ratio  of  bases  and  silica  2  :  1. 

I.  STAUROLITE  GROUP.    Containing  no  titanic  acid. 

333.  STAUROLITE  (H^  K^  K Sl^  (i(H2,R)  +  |/?R).0,|e,IlSi 

ir.  SCHORLOMITE  GROUP.    Containing  titanic  acid  as  a  base. 

334.  SCHORLOMITE  If,  Ti^)^  Sl^  (A  R  +     PR+  yR),e,|e,|Si 

|||^:  Appendix. — 335.  Sapphirine,  Si,  ^1,  Mg. 

In  the  Andalusite  group,  the  species  andalusite  and  topaz  are  approximately  isoreorphous  ;  for 
i-2  .\  i-2  ui  the  hitter  is  made  the  fundamental  prism,  then  /A  7=93'  1 1',  while  it  is  'Jn  44  in  an- 
dalusite.   Euciase.  datoUte,  and  the  species  of  the  Titanite  group  are  also  isomorphous  ;  the  angle 
of /being  severally,  115'',  115°  3',  and  113°  31;  and  0  on  a  clmodome=161°  51',  IQT  27  , 
153°  39'. 


319.  CHONDRODITE.  Chondrodit  [=  Silicate  of  Magnesia  and  Iron]  cV  Olisson,  Ak.  H. 
Stockh.,  2()6,  1817.  Condrodite  H.  Maclureite,  Fluosilicate  of  ^tagnesia  (fr.  Sparta,  N.  .J.),  Sey- 
bert,  Am.  J.  Sci,  v.  330,  1822.  Brucite  (fr.  N.  J.  and  N.  Y.)  Oibh.s.  Cleaveland's  Min.,  2iJ5,  18:^2, 
Nuttall  in  Am.  J.  Sci.,  v.  245,  1822.    Ilumite  Bourn.,  Cat,  52,  1817. 

'  Orthorliombic.  Often  liemihedral  in  octahedral  planes,  prodncinp;  forms 
nionoclinic  in  character.  lAl=d-i'^  26'  and  83°  34:'.  Crystals  of  three 
types,  as  in  the  following  figures. 


Humite:  Type  T.  Humite:  Type  II.  Humite:  Type  III.     Humite:  hemiheJral. 


Type  I.,  a:h:  c==146T8  : 1  : 1-0S05  ;  IL,  1-5727  : 1  : 1-0805  ;  III.,  1-1154  : 
1  :  1-0805.  Observed  planes  in  Yesuvian  crystals  as  in  figs.  323  to  326,  witJi 
also  |-^  in  type  II. ;  tlie  two  unlettered  planes  on  figs.  325,  326,  -l-J,  12-| ; 
another  plane  in  the  same  series  (f.  325)  1-|.  Observed  planes  in  chondro- 
dite  as  in  fig.  327,  with  also  0,  i-i,  2-2,  f-z,  |-|,  Fig.  326  left-handed 

hemihedral,  327  right-handed  hemihedral.  Angles  in  the  different  tvpes 
of  humite  : 
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S27  O  A  3-2=102°  48'      III.  0  A  1-2=125°  14^ 

0  A  2-2=109  27 
O  A  4=97  23 
6>  A  4-2=119  47 
A  4-2=100  48 
0  A  3^-2=140  15 
6^  A  f  2=119  17 
O  A  8-2=94  35 
6^  Af^lll  15 

1-2  A  1-2=109  31 
1-2  A  1=134  23 
I- A  f -2,0V./, =126  52 


Observed  angles  with  the  common  goniometer  in  chondrodite  of  Jer- 
sev  (Dana) :  1-1  A  1-2=112°  (for  mean  of  humite  types  112°  2' )  ;  I-2  A  f = 
136°;  1-2  A  f  2=157°,  iAf2,  ov./,  =  127°,/A/,'  adj.,  =  85°,  4-2  on  edge 
above  it  168°;  of  Pargas  (Nordenskicild)  I-2  A  1-2=114°  37'  (in  tvpe  II. 
above  115°  6'),  0  A  f2=136°  1',  0  A  2-2=109°  3'. 

Twins  :  composition-face  ^-l  in  type  I.  ;  |-2  and  |-2  in  II. ;  |-2  in  III. ; 
the  last  sometimes  producing  stellate  forms  of  six  crystals,  each  hemihe- 
dral.  Cleavage  indistinct.  Usually  in  imbedded  grains  or  masses  of  a 
somewhat  granular  texture. 

IL  =  6— 6'5.  G.=3'118— 3*24.  Lustre  vitreous — resinous.  Color  white, 
yellow,  pale  yellow  or  brown  ;  sometimes  red,  apple-green,  black,  gray. 
Streak  white,  or  slightly  yellowish,  or  grayish.  Transparent — subtranslu- 
cent.    Fracture  subconchoidal — uneven. 


6»  A  3-2=103  47 
0  A  1-2  =  121  44 
1-2  A  1-2,  bas..  Ill  28 


Oa§ 
i-§  A  i 


Choudrodite. 

L  0  A  1-2=124°  16' 
6>  A  1  =  116  34 


II.  0  A  1-2: 
6>  A2= 

0  A  1-2: 

6^  A  4-2: 
0  A  2-1: 
1-2  A  1-2, 


=  112  24 
front,  =  71  32 

=  122  27 
103  8 
=  135  52^ 
=  98  13 
=  108  58 
ov.  i-2, =115  6 


Var. — 1.  Ordinary  chondrodite.  In  imbedded  crystals,  masses,  or  grains,  siibtranslucent  or 
opaque,  more  or  less  resinous  in  lustre,  and  surfaces  hardly  polished ;  the  crystals  sometimes  2 
inches  or  more  broad.  Colors  the  above,  excepting  white.  Gr.  =  3-118,  from  N.  Jersey,  Thomson; 
3-24,  fr.  Eden,  N.  Y.,  id.;  3'199,  fr.  Finland,  liaidinger. 

2.  Ilumite.  In  small  implanted,  transparent  to  translucent,  polished  glassy  crystals,  from  Ve- 
suvius ;  (a)  type  I. ;  (b)  type  II. ;  (c)  type  III.,  the  most  common.  Colorless  to  citrou-yehow,  honey- 
yellow,  and  brownish.  G.  =  :-!-234,  white,  type  I.;  3-177,  yellow,  tj^pe  II. ;  3-199,  brown,  type  III.; 
3-1S6,  yellowish,  type  III.  ;  Scacchi. 

Comp. — Mg**  Si^  with  part  of  the  oxygen  replaced  by  fluorine  ;  chondrodite ;  A  iu  hu- 

mite, type  I.,      in  type  II.,  -^^  in  type  III.,  Ramm. 

Analyses:  1,  Dr.  W.  Langstaff  (Am.  J.  Sci.,  vi.  17-2,  analysis  made  in  1811);  2,  Seybert  (Am.  J. 
Sci.,  V.  33G);  3,  Rammelsberg  (Pogg.,  liii.  13(i,  and  1st  Suppl,  38);  4,  W.  Fisher  (Am.  J.  Sci., 
II.  ix.  85);  5,  Thomson  (Ann.  Lyc.  N.  York,  iii.  54);  6-10,  Rammelsberg  (Pogg.,  liiL  130,  Ixxxvi 
413): 


gi 

Fe 

Mg 

F 

1.  New  Jersey 

32- 

6- 

51- 

8-55,  B  and  loss  2  =  99-55  Langstaff. 

2.  " 

32-67 

2-33 

54-00 

3-89,  H  1-0,  K  2-1 1=96-00  Seybert. 

3.        "  yellow 

3:r()6 

3-65 

5546 

7-60  =  99  77  Ramm. 

4.        "  red 

33-35 

5-50 

53-05 

7-60  =  9y50  W.  Fisher. 

5. 

36  00 

3-97 

54  64 

3-77,  II  1-62  =  99-98  Thomson. 

6.  Pargas,  yellow 

3310 

2-35 

56-61 

8-69  =  100-75  Ramm. 

7.  gray 

33-19 

6-75 

54-50 

9-69  =  104-13  Ramm. 

8.  Humite,  type  I. 

34-80 

2-40 

60-(i8 

3-47  =  100  75  Ramm. 

9.     "         »  II. 

33-26 

2-30 

57-92 

5-04,  CaO-74,  Al  1*06=100-32  Ramm. 

10.      "         "  III. 

36-67 

1-67 

56-83 

2-61  =  97-78  Ramm. 

Pyr.,  etc. — B.B.  infusible ;  some  varieties  blacken  and  then  burn  white.    Fused  with  salt  of 
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phosphorus  in  the  open  tube  gives  a  reaction  for  fluorine,  TVith  the  fluxes  a  reaction  for  iron. 
Gelatinizes  with  acids.    Heated  with  sulphuric  acid  gives  off  fluorid  of  silicon. 

Obs. — Chondrodite  occurs  mostly  in  granular  Uinestone.  It  is  found  near  Abu,  in  the  parish 
of  Fargas  in  Finland,  and  at  Aker  and  Gulsjo  in  Sweden  ;  at  Taberg  in  Wermlaud;  at  Boden  in 
fcaxony  ;  on  Loch  Xess  in  Scotland;  at  Achraatovsk  in  the  Ural,  along  with  perofskite;  and  in 
the  mines  of  Sehischimsk  with  red  apatite.  Humite  occurs  at  Somma,  in  ejected  masses  of  a 
kmd  of  granitic  rock,  along  with  forsterite,  biotite,  pyroxene,  magnetite,  etc. 

Abundant  in  the  counties  of  Sussex,  X.  J.,  and  Orange,  X.  Y.,  where  it  is  associated  with 
spinel,  and  occasionally  with  pyroxene  and  corundum.  In  X.  Jersey,  at  Bryam,  orange  and  straw- 
colored  chondrodite,  and  also  a  variety  nearly  black,  occurs  with  spinel ;  at  Sparta,  a  fine  local- 
ity of  honey-yellow  chondrodite;  a  mile  to  the  north  of  Sparta  the  best  locality  of  this  mineral 
in  X.  J. ;  al  Yernon,  Lock  wood,  and  Franklin.  In  X.  York,  in  Orange  Co.,  in  Y'arwick,  Monroe, 
Cornwall,  near  Greenwood  Funiace,  and  at  Two  Ponds,  and  elsewhere ;  near  Edenville  in  fivie 
specimens  on  the  land  of  Mr.  Houston;  also  sparingly  in  Rossie,  on  the  bank  of  Laidlaw 
Lake.  In  Mass.,  at  Chelmsford,  with  scapolite.  In  Perm.,  near  Chaddsford,  in  Harv\''s  quarry, 
of  yeUow  and  orange  colors,  abundant.  In  Canada,  in  limestone  at  St.  Crosby,  St.  Jerome,  St. 
Adele,  Grenville,  etc.,  abundant. 

The  name  chondrodite  is  from  x°'  's,  a  groin,  alluding  to  the  granular  structure.  Brucite  was 
given  by  Col.  Gibbs  after  Dr.  Bruce,  editor  of  the  American  Miueralogical  Journal;  JIadureite  by 
Seybert,  after  \Vm,  Maclure.  The  mineral  was  first  discovered  in  Xew  Jersey  by  Dr.  Bruce. 
Fluorine  was  first  detected  in  it  in  1 8 11,  by  Dr.  Langstalf  of  Xew  York,  whose  analysis  (Xo,  1 )  gives 
very  nearly  the  correct  constitution  of  the  species.  Cleaveland,  in  the  first  edition  of  his  mineral- 
ogy (issued  in  1816),  at  p.  185,  in  a  brief  mention  of  the  undeseribed  species,  speaks  of  it  as  a 
Jiaatt,  calling  it  fluoAe  of  luagnesia,  he  evidently  having  had  an  unperl'ect  report  of  Dr.  Langstafl's 
examination,  the  results  of  which  had  not  then  been  published.  Dr.  Torrey  obtained  similar 
results  to  those  of  Dr.  Langstaflf  in  1818.  See  on  these  points  Am.  J.  Sci.,  vi.  17  1,  1823.  D'Ohs- 
son  analyzed  the  mineral  in  1817  without  finding  the  fiuorine,  he  obtaining  (I.e.)  Si  38"U0,  Mg 
54*00,  i^e  5-10,  Al  I'oO,  K  0*86  Mn  tr.,  a  result  very  wide  from  the  true  composition.  Humite 
was  shown  to  be  identical  with  chondrodite  in  composition  by  Rammelsberg. 

On  cryst.  see  Scacchi,  Pogg..  1851,  Erganz..  ii.  161,  who  identified  and  described  the  three  types 
of  humite  ;  also  Hessenberg,  Mm.  Xot.,  ii.  15  ;  Xordenskiold  on  chondrodite  of  Pargas.  Pogg., 
xcvi.  118.  The  author  adopts  a  modified  view  of  Scacchi's  types,  first  brought  out  ua  Am.  J.  Sci., 
II.  xiv.  175. 

Alt. — Chondrodite  altered  to  serpentine  has  been  observed  at  Sparta,  K  J.,  with  spinel  and  naica. 


320,  TOURMALINE.  Early  syn.  of  precious  T.  Turamali,  Turmahn  (fr.  Ceylon),  Ceylon  name, 
Garraann,  Curiosse  Spesulationes,  etc.,  von  einem  Liebhaber,  der  Iraraer  Gem  SpecuUrt,  Chem- 
nitz, 1707,  Pierre  de  Ceylan ;  un  petit  aiman;  J/  Leniery  la  fit  voir,  etc.,  Hist.  Ac.  Sci.,  Paris, 
1717,  p.  8.  Aschentrecker -Sb/^. ;  Aschenzieher  Germ.;  Ash-drawer  i^/igr/.  [alluding  to  electri- 
cal property].  Zeolithus  vitreus  electricus,  TourmaUn,  Rinmann,  Ak.  H.  Stockh.,  1766  ; 
r.  Born,  Lithoph.,  i.  47,  1772.  Borax  electricus  Linn.,  Syst.,  96,  1768.  Tourmaline  Garnet  Hill, 
Foss..  148,  1771.    TourmaUne  Kirw.,  mn.,  i.  271,  1794. 

Early  syn.  of  opaque  T.  Schurl  pt.  i^r^er,  1595;  Schirl  pt.  Briickmann,  1727  [see  p.  206]. 
Skiurl  pt.,  Corneus  crystaUisatus  pt.,  Wall,  139,  1747.  Basaltes  cryst.  pt.,  Skorl-Crystall  pt. 
Cronst,  70,  1758.  Schorl,  Stangensch'jrl,  Germ. ;  Shorl,  Shirl,  Cockle,  Engl.  Borax  Basaltes 
Linn.,  Syst.,  95,  1768.  Basaltes  crystaUisatus  v.  Born,  Lithoph..  i,  34,  1772,  ii.  95,  1775.  Shorl 
Kirw,,  Min.,  i.  265,  1794. 

Syn.  from  union  of  T.  and  S.  in  one  species.  Tourmaline  ou  Basalte  transparent= Schorl, 
de  Lisle,  Crist.,  266,  with  fig.  cryst.  (and  proofs  of  ident.  of  T.  &  S.),  1772.  Schorl  transpa- 
rent rhomboidal  dit  Tourmaline  et  Peridot = Schorl,  de  Lisle,  Crist.,  ii.  344,  with  figs.,  1783. 
Schorl,  Stangenschorr(incl.  var.  (1)  Schwarzer  S.,  (3)  Elektrischer  S.=Turmalin),  Wem.,  Cronst., 
169,  1780;  Bergm.  J.,  I  374,  1789;  Jameson,  Mux.,  1816.    Tourmaline  H.,  Tr.,  ill.  1801. 

Var.  introd.  as  Sp.  Rubellite  (fr.  Siberia)  Kirw.,  Min.,  i.  288,  1794=Daourite  Delaineih., 
T.  T.,  ii.  303,  1797=Siberite  VHermina,  J.  de  I'Ecole  Polytechn.,  i.  43 9= Tourmaline  apyre  H., 
iv,  lS01=Apyrit  Hamm.,  Handb.,  642,  1813.  Tndicolite  and  Aphrizite  (fr.  Xorway)  d'Andrada, 
J.  de  Phys.,  h.  243,  1800,  Scherer's  J.,  iv.  19,  1800.  Taltahte  Domeyko,  Min.,  139,  1860  =  Cobre 
negro  estrellado  de  Tantal  (Atacama). 

Var.  introd.  as  S%Up.    Achroit  (fr.  Elba)  Herm.,  J.  pr.  Ch.,  xxxv.  232,  1845. 
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Ehombohedral.  ^  A  ^=103°,  6>  A  ^=134°  3' ;  a=0-89526  Observed 
planes  :  rliombohedrons,     1  (7^),  |,  J,  {,  5,  V?,  "2,  -|,  -i ;  scale- 

.S33 


/ 

Gouverneur,  N.  Y. 


hedrons^  lf»,  1",  ^\     (the  last  replacing  angle  between       |,  and 

J-^) ;  prisms,  /,  ^-2,  -e'-l-.  Usually  lieinihedral,  being  often  unlike  at  the 
opposite  extremities,  or  heniimorpliic,  and  the  prisms  often  triangular. 
Cleavage  :  —J,  and  difficult.  Sometimes  massive  compact ;  also  co- 
lumnar,  coarse  or  line,  parallel  or  divergent. 
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0  A  J=1C)5"  31'  \  A  1=154:°  59'  ^ 

0  A  i=152  40  i  A  1=133  8  z-2  A  1^1  =  136  41 

6>  A  1=129  21  i-'l  A  i-=113  26  f  2  A  r  =  147  51 

0  A  2  =  115  49  ^'-2  A  ^=128  30  ^'-2  A  t'-f =160  54 

0  A  -1=111  9  ^-2  A  1^=155  14  ^'-2  A  2*4=166  6 

0  A  ^8  ^'-2  A  1^=142  26  ^'-2  A  7=150. 

II.  =  7  — 7*5.  G.  =  2-94— 3'3.  Lustre  vitreous.  Color  black,  brownish- 
black,  bluish-black,  most  common  ;  blue,  green,  red,  and  sometimes  of  rich 
shades  ;  rarely  Avliite  or  colorless  ;  some  specimens  red  internally  and  green 
externally  ;  and  others  red  at  one  extremity,  and  green,  blue,  or  black  at 
the  other.  Dichroic  ;  some,  yellowish-brown  axially,  asparagus-green  trans- 
versely ;  dark  brownish- violet  axially,  greenish-blue  transversely ;  purple 
axially,  bluish  transversely  ;  etc.  Streak  uncolored.  Transparent — opaque; 
greater  transparency  across  the  prism  than  in  the  line  of  the  axis.  Frac- 
ture subconchoidal — uneven.    Brittle.  Fyroelectric. 


Var. — 1.  Ordinary.  In  crystals,  {a)  7?;i&eV/7e ;  the  red  sometimes  transparent ;  the  Siberian 
is  mostly  violet-red,  the  Brazihau  rose-red ;  that  of  Chestertield  and  Goslien,  Mass.,  pale  rose-red 
and  opaque  ;  that  of  Paris,  Me.,  fine  ruby-red  and  transparent,  {h)  lad  oolite ;  tlie  blue,  either 
pale  or  bluish-black;  named  from  the  iudigo-bluo  color,  (c)  Brazilian  Sapphire  (in  jewelry); 
Berhn-blue  and  transparent ;  {d)  Brazilian  Emerald,  CltnjaoUle  [ov  Peridot  )  of  Brazil;  green  and  traus- 
IDareut.  (e)  Peridot  of  Ceylon;  honey-yellow.  (/)  Achro'de;  colorless  tourmaline,  from  Elba. 
{g)  Aphrizite;  black  tourmaline,  from  lvra;^aroe,  Norway.  (//)  Columnar  and  black ;  coarse  columnar. 
Resembles  somewhat  hornblende,  but  has  a  more  resinous  fracture,  and  is  without  distinct  cleav- 
age or  aiiytiiiug  hko  a  fibrous  appearance  in  tlie  texture. 

Kupfter  found  the  angle  ^  in  the  green  tourmaline  of  St.  Gothard  133°  8',-  in  the  black  of 
Siberia,  133^  13';  in  the  red  of  Siberia,  2';  giving  IS-t^  6',  134'  3',  and  133°  on'  for  0,\h 
Brooke  found  for  the  angle  OaI  in  a  wliite  crystal,  134^  7'  ;  green,  134°  2'  24";  clear  brown, 
]33'  56';  red,  133^  48';  black, '133    47'  12". 

The  varieties  in  composition  and  tlie  subdivisions  suggested  thereby  are  given  below. 

Comp. — 0.  ratio  for  bases  (the  boric  acid  hero  included)  and  siUca  4  :  3  (Ramra.) ;  whence  (S^ 

HfSr'.  The  0.  ratio  for  tlie  protoxyds,  sesquioxyds,  and  boric  acid  (]&,  R,  B)  varies  greatly; 
group  I.  (see  beyond)  affording  mostly  4  :  12  :  4;  II.,  4  :  15:5;  III.,  4  :  21  :  6,  4  :  24  :  7.  etc.; 
IV.,  4  :  40  :  12,  4  :  36  :  1 1,  et«, ;  V.,  4  :  48_:  13,  4  :  56  :  12,  etc.  The  special  formula  for  group  I. 
would  consequently  be  (R^^^  Si'-'+S  R^'Si^+B^Si®  or  ji  R'-*+ ^R+^B)'"Sr-'  ;  for  analysis  23  in  group 
Y.  (RV^i'"'+ '■i^^''^^''+3B'Si'*  or  (,J-^:6^4-T8K  and  these  (excluding  analysis  26)  are 

the  extreme  variations. 

A.  Mitscherhcli,  by  a  new  method  of  analysis  (J.  pr.  Ch.,  Ixxxvi.  1),  obtained  the  iron  as  prot- 
oxyd  in  several  trials,  finding  16*06  and  16-30  in  that  of  Bovey  Tracey  (No.  l'--!,  beyond);  o'69  and 
5-66  in  that  of  St.  Gothard  (Xo.  9):  17'14  and  17-29  in  that  of  Sonnenberg  (Xo.  l.o);  7-54,  7'65, 
and  7-57  in  that  of  Sarapulsk  near  Mursinsk  (Xo.  17);  and  6-74  in  that  of  Brazil  (Xo.  21).  But 
Scheercr  takes  tlie  ground  that  Mitseherlieh's  method  of  analysis  is  less  satisfactory  than  others, 
and  the  subject  is  still  in  doubt.  Mitscherfich's  determinations,  introduced  into  Ranunelsberg's 
analyses  as  done  by  liimself,  afforded,  in_  the  14  cases  which  he  in  vo.^tig.it -il,  the  foUowing  for 
the  oxygen  of  iJ  +  R-f-B,  that  of  the  Si  being  3:  I.,  Iron-nunjut^l.a  (o'lrmal iut—.Vd'.)  ySo.  7); 
4-10  (isV.  8);  4-09  (Xo.  9);  4*07  (fr  Ilavredal);  4-15  (fr.  Ramfosso) ;  4-11  (Xo.  10,  Iladdami;  4-12 
(Xo.  II,  Haddam);  4-21  (Xo.  1  i.  Unity,  Me.);  II.,  Iron  to-irmaurte~4.-^'9  [No.  13);  4-o2  (Xo. 
14);  4-n9  (Xo.  15);  4-23  ( I'r.  Saar) ;  4'12  (fr.  Langenbielau) ;  3-99  (Xo.  16).  The  resuUs  leave 
Httle  question  as  to  the  nor  nal  ratio  for  the  species  being  4  :  3 

Analyses:  1-2  i,  Rammcisoerg  (Pogg.,  Ixxx  409,  Ixxxi.  1)  arranged  as  follows: 
I.  Magnesia  tourmaline,  G.  =  3  — 3-ii7,  mean  3-()5. 

II.  Troii-magnesia  tourmaline.  G.  =  3-05  — 3"2,  mean  3'11. 

III.  Iron  tourmaline,  Gc.  —  ^-V^  —  ?>-2b. 

TV.  Iron-m.'ingane.se-litliia  tourmaline,  G  =:2-94— 3'11,  mean  3"083. 
Y.  Lithia  tourmaline,  G.=o — 3'1,  mean  3-041. 

Anal.  27-29,  Graelin  (Schw.  J.,  299,  xxxviu.  514,  Pogg.,  ix.  172);  30,  Ulex  (J.  pr.  Ch.,  xcvl 
37);  31,  C.  W.  C.  Fuchs  (Jahrb.  Min.  1862,  800);  32,  34,  35,  37,  38,  Gmelin  (1.  c):  33,  36,  39.  40, 
Hermann  (J.  pr.  Ch.,  xxxv.  232): 
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Si       B     ^1  Mg    Xa    K     Li  ign. 

57.         Rozena       42-13    5-74  6  32  Cal-20  •2-41  2-04  1-31  =97-58  Gmelin 

38.  "    Perm  39-37    4-18  44-0()      5-02      1-29  2-52  l-58=9T  o6  Gmelin 

39.  Achrocte,  Elba     42-89    5-34  44  09  M  '  -27      0-45  3  12    2  19   ,  C  1  66=100  H 

40.  i?e(/,  JSarapulsk    39-70    6  65  4w-29  "  2  30      0  16  7-88           3  U2  =100  Hermaun. 

Pisani  has  examined  a  specimen  of  true  taltalite  (Am.  J.  Sci.,  II.  xliii.  407),  and  shown  that  it  is 
tourmaline  with  oxyd  of  copper  and  other  impurities.  Domeyko  made  it  a  sihcate  of  copper 
(I.  c,  and  Forbes.  Phil.  Mag.,  I\".  xxv.  Ill)  Ulex's  specimen  (anal.  30)  was  procured  from  a 
cargo  of  copper  ores  landed  at  Hamburg,  and  identified  as  taltalite  by  its  characters. 

Pyr.,  etc.— I.,  fuse  rather  easily  to  a  white  blebby  glass  or  slag  ;  II..  fuse  with  a  strong  heat  to 
a  blebby  slag  or  enamel,  either  white,  greenish,  or  brownish  ;  III.,  fuse  with  difficulty,  or,  in  some, 
I  only  on  the  edges,  to  a  brownish,  brownish-red,  gray,  or  black  slag ;  IV.,  fuse  on  the  edges,  and 
often  with  gretit  ditficuUy.  to  a  yellowish,  grayish,  bluish,  or  whitish  slag  or  enamel,  and  some 
!  are  infusible ;  V  ,  infusible,  but  becoming  white  or  paler,  sometimes,  as  the  Paris  (Me.)  rubellite, 
i  affording  a  fine  enamel  on  the  edges  (Ramm.).  "With  the  tiuxes  many  varieties  give  reactions  lor  irou 
and  manganese.   Fused  with  a  mixture  of  bisulphate  of  potash  and  fluor-spar  gives  a  strong  reaction, 
for  boric'acid.    By  heat  alone  tourmaline  loses  weight  from  the  evolution  of  fluorid  of  silicon  and. 
perhaps  also  fluorid  of  boron;  and  only  after  previous  ignition  is  the  mineral  completely  decom- 
posed by  fluohydric  acid.    Not  decomposed  by  acids  (Ramm.).    After  fusion  perfectly  decomposed, 
by  sulphuric  acid  (v.  Kobell). 

'Obs. — TourmaUne  is  usually  found  in  granite,  gneiss,  syenite,  mica,  chloritic  or  talcose  schist^, 
dolomite,  granular  limestone,  and  sometimes  in  sandstone  near  dykes  of  igneous  rocks.  The  vari- 
ety in  granular  limestone  or  dolomite  is  commonly  brown. 

Foreign  locahties  are  mentioned  above.  Small  briUiant  black  crystals  in  decomposed  feld- 
spar, at  Sonntnberg  in  the  Ilarz,  are  called  aphrizde.  Rubellite  and  green  tourmaline  occur  near 
Katherinenburg  in  Siberia ;  pink  crystals  are  found  at  Elba.  Pale  yellowish-brown  crystidsftr 
talc  at  Windisch  Kappell  in  Carinthia  ;  green  at  Airolo,  Switzerland;  white  specimens  {achroite) 
come  from  .^t.  Gothard,  Liberia,  and  Elba.  A  specimen,  formerly  iu  the  Grand  Duke's  collection - 
at  Florence,  measuring  1 1  inches  square,  contains  4  erect  green  tourmalines  and  1  prostrate,  2,  4. 
and  2  J  inches  long,  and  f  to  1  inch  thick. 

In  Great  Britain,  fine  black  crystals  have  been  obtained  near  Bovey  Traccy  in  Devon ;  also 
found  in  Cornwall  at  ditlerent  localities;  green  near  Dartmoor  in  Devon ;  black  near  Aberdeen 
ir  Scotland,  and  elsewhere ;  dark  brown  at  DalkeyinCo.  Dubhn,  Ireland;  green  near  Dunfanaghy, 
<  lo.  Donegal ;  green  and  red  at  Ox  mountain,  near  Sligo. 

In  the  U.  States,  in  Maine  at  Paris  and  Hebron,  magnificent  red  and  green  tourm.alines 
with  lepidolite,  etc.,  some  crystals  over  an  inch  iu  diameter,  transparent,  ruby-red  within,  sur- 
rounded by  green,  or  red  at  one  extrpmity  and  green  at  the  other;  also  blue  and  pink  varieties: 
at  Albany,  green  and  black  ;  at  Streaked  Mtu ,  black.  In  Mass ,  at  Chesterfield,  red,  green,  and 
blue,  m  a  granite  vein  with  rJbite,  uranite,  and  microlite.  the  crystals  small  and  curved,  nearly 
opaque,  and  fragile,  the  green  crystals  often  with  distinct  prisms  of  red  color  inside,  especially  when 
in  smoky  quart* ;  at  Goshen,  similar,  the  blue  in  greater  perfection ;  at  Xorwich,  New  Baintree, 
and  Carlisle,  good  black  crystals.  In  X.  Hamp.,  Alstead,  Grafton,  SuUivan,  Acworth,  and  Saddle- 
back Mt  ;  at  Orford,  large  brownish-black  crystals  abundant  in  steatite  Jn  Vtrmont,  at  Brattle- 
boro,  black.  In  Conn.,  at  Monroe,  perfect  dark  brown  crystals  in  mica-slate  near  Lane's  mii  e, 
sometimes  two  inches  in  length  and  breadth  ;  at  Haddam.  interesting  black  crystals  in  mica 
slate  with  anthophyUite.  also  in  granite  with  iolite,  and  also  at  the  gneiss  quarries,  on  the  east 
side  of  the  river.  In  A'.  York\  near  Gouverneur.  light  and  dark  brown  crystals,  often  highly  modi- 
fied, with  apatite  and  scapolite  in  granular  limestone  (f,  SbS,  339);  at  Canton;  in  simple  prisms 
in  the  same  rock  near  Port  Henry,  Essex  Co. ;  at  Schroon,  with  chondrodite  and  scapolite ; 
at  Crown  Point,  one  mile  south  of  village,  fine  brown  crystals ;  at  the  chrysoberyl  locality  near 
Saratoga,  N.  Y.,  black ;  at  Alexandria,  Jefferson  Co. ;  at  Kingsbridge,  brown,  yellowish  or 
reddish-brown  crystals  in  dolomite ;  near  Edeuviile,  gray  or  bluish-gray  and  green  in  three- 
,  sided  prisms  occur  ;  short  black  crystals  in  the  same  vicinity,  and  at  Rocky  Hill,  sometimes  5 
inches  iu  diameter ;  a  mile  southwest  of  Amity,  yellow  and  cinnamon-colored  crystals  with  spinel 
in  calcite  ;  also  near  the  same  village  a  clove-brown  variety  with  hornblende  and  rutile  in  granu- 
lar limestone.  In  K  Jersey,  at  Franklin,  Hamburg,  and  Newton,  black  and  brown  crystals  in 
limestone,  with  spinel,  in  Penn.,  at  Newlin.  Chester  Co. ;  at  London  Grove  and  near  Uuionville, 
of  a  light  yellow  or  brownish-yellow  (f  438),  in  limestone,  and  rarely  vjldtc;  at  Parksbarg,.  Ches- 
ter Co ;  in  Delaware  Co..  at  Aston ;  at  Chester,  fine  black  ;  Middletown,  black ;  Marple,  of  a  green 
color  in  ta'c ;  opposite  New  Hope,  Buck's  Co.  ;  in  New  Garden  township,  Chester  Co.,  in  lime- 
stone, light  brown  to  yellow  and  sometimes  transparent ;  near  New  Hope  on  the  Delaware,  large 
black  cry.stals,  in  which  the  prismatic  faces  are  sometimes  almost  obsolete.  In  S.  Car.,  in  Cheo- 
wee  valley.    In  Georgia.,  Habersham  Co.    In  California,  black  crystals,  6-8  in.  iu  diameter,  ic 
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feldspar  veins,  in  the  mountains  between  San  Diego  and  tlie  Cclcrado  desert,  bordering  the  ele- 
vated  valley  of  San  Felipe. 

In  Canada^  superb  greenish-yellow  crystals,  1  inch  through,  in  limestone  at  G.  Calumet  Id. 
amber-colored  at  Fitzroy,  C.  W. ;  transparent-brown  (f.  3;s6)  at  Hunterstown,  C.  E,,  with  idocras. 
and  garnet ;  black  at  Eathurst  and  Elmsley,  C.  W.,  and  St.  Jerome,  C.  E. 

The  name  turmalin^  from  Turatnali  in  Cingalese,  was  introduced  into  Holland  in  1703,  with  a 
lot  of  gems  from  Ceylon.  The  property  of  attracting  the  ashes  of  burnt  peat,  after  friction,  led  to 
its  being  very  soon  named  in  Plolland  Aschenirecker,  or  aih-drawer.  In  17  H,  Lemery,  in  his 
Memoir  in  the  Hist,  de  I'Acad.  des  Sci.,  France,  referred  the  attraction  to  magnetism;  and  i;i 
1756  to  17^)2,  appeared  the  several  Memoirs  of  iEpinus  (published  in  the  Mem.  Acad.  Berlin,  vo]. 
xii.,  and  at  St.  Petersburg)  on  the  electrical  properties  of  tourmaline.  The  name  tourmaline  wa^ 
slow  of  introduction  into  mineralogical  treatises.  The  first  specimens  from  Ceylon  were  c^:»;  jems. 
so  that  the  common  characteristics  of  tourmaline  and  schorl  were  not  apparent.  Linna?as,  h  his 
Syst.  Nat.,  1768,  suggests  the  relation  between  them,  but  de  Lisle  was  the  first  to  de.  cribe  L  y- 
lon  crystals,  and  brizig  the  two  minerals  into  one  species.  On  the  name  schorl,  see  pages  'ZOA  n 
206.  Long  after  the  union  of  tourmaline  .and  schorl,  the  species  continued  to  h  .ar  the  latter  oi 
these  names;  and  even  in  1816,  Jameson,  in  his  System  of  Mineralogy,  '-..^ains  schorl  as  the 
name  of  the  species,  wich  common  schorl  and  tourmalme  or  precious  schorl  as  two  subspecies. 

Alt. — Tourmaline  occurs  altered  to  mica,  chlorite,  cookeite,  steatite.  The  mica  is  lepidolite,  a 
species  which  is  related  in  composition  to  some  tourmaline,  and  is  a  i  ■e'^jaent  associate  of  the  red  and 
green  Aarieties.  It  appears  to  take  place  through  the  addition  of  alkalies.  Some  rubellites  and 
green  tourmalines  at  Chesterfield  are  hollow,  evidently  from  decomposition  and  removal  of  the 
interior ;  and  in  the  cavities  are  occasionally  observed  small  crystals  of  yellow  uranite  (Tesche- 
macher), 

Zeuxite,  Thomson  (Ann.  Phil ,  iv.  299,  1814)  was  found  in  1814  in  acicular  interwoven  crystals  at 
Huel  Unity,  Cornwall;  color  brown,  shghtly  greenish  in  some  lights  ;  G  =o-(J51 ;  _H.=4-25  ;  prisms 
stated  to  be  flat  rectangular.  Thomson's  analysis  afforded  Si  P.3-48,  Al  ol-85,  Fe  iG  01,  Ca  2-4'', 
H  5-28z=99-i)7.  B.B.  becomes  scoriaceous  at  the  edges.  Loses  over  5  p,  c,  when  heated  in  a 
glass  tube.  Greg  supposes  that  this  loss  may  have  been  of  boric  acid  instead  of  water,  and  that 
the  mineral  is  a  ferriferous  tourmahne  (Phil.  Mag.,  IV.  x.  118). 

321.  GEHLENITE.    Gehlenit  Fuchs,  Schw.  J.,  xv.  377,  1815.     Stylobat  Breith.,  Leonh.i 
Taschenb.,  x.  600  1816,  Hoffm.  Min.,  iv.  b,  109,  1817. 

Tetragonal;  near  meionite  in  form  (p.  318).  0  A  1-{=1dS°  12';  a=\ 
0--iOO.  Observed  planes  :  0  ;  vertical,  ^-3  ;  octahedral,  1,  -|,  2,  ^-i, 
Descl.  6>  A  1  =  15U°  30',  6^  A  2=131°  28^  (9  A  fr=l4:7°  7^  6»  A  f  {=136°  58' 
(135°  — 136°  obs.).  Crystals  usnally  short  square  prisms,  sometimes  tabular., 
Cleavage  :  0  imperfect  ;  i-i  in  traces. 

H.  =  5-5  — 6.  Gr.  =  2'9  — 3-067.  Lustre  resinous,  inclining  to  vitreous., 
Color  different  shades  of  grayish-green  to  liver-brown  ;  none  bright.  Faintly* 
subtranslucent — opaque.  Fracture  uneven — splintery.  Streak  white— 
grajish-whitc.    Double  refraction  feeble;  axis  negative. 

Comp. — 0.  ratio  for  R.  fi,  Si  =  1  :  1 :  i|,  or  3  : 2  between  bases  and  silica,  as  in  andalusite.  Formula 
+  |R)  Si=:.  if  A\  to  3Fe  =  5 :  1,  Silica  -iQ  d,  alumina  2 1  5,  sesquioxyd  of  iron  6-6,  lime  42'0=  100. 
Analyses  :  1,  Fuchs  (Schw.,  xv.  377);  2,  Thomson  (Min.,  i.  28  1);  H,  v  Kobell  (Kastn.  Arch.,  iv. 
'^.IS):  4,  Damour  (Ann.  Ch.  Phys.,IIL  x.  66);  5,  6,  Kulm  (Ann.  Ch.  Pharm.,  lix.  371);  7,  Ram- 
melsberg  (:^d  Suppl.,  47) : 


Si 

^1 

Pe  Fe 

Mg 

Ca  H 

1. 

Fassa 

29-64 

24-80 

6-56 

35-30    3  ^:0=99-00  Fuchs. 

2. 

u 

29-13 

25-05 

  4-35 

37-;;8    4-54=] 00-45  Thomson. 

3. 

(( 

31-0 

21-4 

 4-4 

3-4 

37-4      2-0  =  99-6  Kobell. 

4. 

(( 

1  -60 

19-80 

5-97   

2-  0 

38-11    1-53,  Xa  ()-;!3  =  99-54  Damour. 

5. 

(1 

30-47 

17-79 

7-30  

2-99 

36-97    3-62  =  99-14  Kidm. 

6. 

(( 

29-,53 

19-<  0 

 7'J5 

1-41 

-;6-55    5-.o5  =  99-28  Kiibn. 

7. 

1( 

29-78 

22-02 

3  22  1-73 

3-88 

37*90,  ^L  and  loss  1-28,  Mu  0  19  Ramm. 

Rammelsberg  has  cleared  up  in  part  the  discrepancies  in  the  analyses  by  discovering  that  tlio 
mineral  contains  both  sesquioxgd  and  proioxyd  of  iron.  The  oxygen  ratio  from  his  analyses  ia 
3-4:3:  41,  for  which  he  substitutes  3  :  3  :  4=1  :  1  :  ^ 
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Pyr.,  etc.— B.B.  tliiu  splinters  fuse  with  difficulty  (F.^S'T,  v.  Kobell)  to  a  gray  glass.  With 
borax  fuses  slowly  to  a  glass  colored  by  irou.  Gelatinizes  with  muriatic  acid,  yielding  a  solution 
containing  both  protoxyd  and  sesquioxyd  of  iron. 

Obs.— Gehleuite  is  found  only  at  Mouut  Monzoni,  in  the  Fassa  valley,  in  isolated  or  aggregated 
crystals,  invested  by  calcite. 

Named  by  Fuchs  after  his  colleague,  Gehlen. 

Alt. — Gehlenite  occurs  altered  to  steatite.  A  partially  altered  specimen  afforded  G.  Bischof  -Si 
j  31-62,  Al  '23-19,  Fe  d'-iA,  Mg  •j;-84,'Ca  :U-13,  ign.  1'28  =  1U0  09,  with  some  mixed  carbonate  of  lime. 
'  Artif. — Not  unfrequent  among  furnace  scoria,  in  thin  square  tables,  or  8-sided  prisms,  with 
'  cleavage  parallel  to  the  lateral  planes  of  a  square  prism.  Has  been  observed  at  Dawes'  furnace, 
'  Oldbury  in  England,  and  at  Holzhausen  in  Hossia.  Analyses:  1,  Percy  (Rep.  Brit.  Assoc., 
184^,  Am.  J.  Sci.,  II.  v.  128);  2,  Bunsen  : 

:  Si     ^1      Fe    Mn  Mg    Ca     Xa     K  Ca  S  Ca  S 

1.  Dawes',  Oldbury     28-32  24-24  0-27  0-07  2*79  40-12    0-64  0-26  3-38  =  100-09  Percy. 

,  2.  Holzhausen  82-22  27-81    2*67  o-ol  17-35  11  30  3*05  =99-«7  Bunsen. 


322.  ANDALUSITE.  Spath  adamantin  d'un  rouge  violet  (fr.  Forez)  Bourn.,  J.  de  Phys., 
xxxiv.  453,  1789.  Feldspath  du  Forez  Guyton,  Ann.  Ch.,  i.  190,  1789.  Andalousite  (fr.  Spain 
and  Forez)  Delameth.,  J.  de  Phys.,  xlvi.  386,  1798.  Andalusite.  Feldspath  apyre  H.,  Tr.,  iv. 
1801.  Micaphilit,  Micafiht  (fr.  Lahmerwinkel).  Brunner,  Moll's  Ann.  B.  H.,  ill.  294,  18U4,  Efem., 
i.  51,  1805;  Micaphyllit,  bad  orthogr.  Stanzait  (fr.  Bavaria  at  Stanzen  near  Bodenmais,  and 
Herzogau)  Flurl.  Gebirgs-Form.  Churpfalzbaierischen  Staaten,  5,  1806.  Hartspat  Wern. 
Made  hyaline  Cordier. 

Silex  niger  cum  cruce  Candida:  Darinn  ein  weiss  Krentz,  Gesner,  Foss.,  45,  1565  Lapis 
crucifer  (fr.  Compostella)  quem  Hispani  voeat  cruciatum,  Mercati,  Metallotheca  Yaticana,  237, 
1617.  Pierres  de  Macles  (fr.  id.)  Bobien,  N.  idees  sur  la  Format,  d.  Foss.,  luS,  1751  (with  fig). 
Spanish  Shirl,  Cross-Stone,  Hill,  Foss.,  1  52,  1  77  1.  Pierre  de  Croix,  Made  basaltique,  Schorl  en 
prismes — dont  les  angles  obtus  sont  de  95',  de  Lisle,  Crist.,  1772,  ii.  440,  1783.  Crucite  De'a- 
meth.,  T.T.,n  292,  1797.  Chiastolith  Z'az-s^.,  Tab  ,  28,  73,  1800.  Chiastolite.  Made  K,  Tr.,  iii. 
1801.  Hohlspath  Wern.,  1803,  Ludwig's  Wera ,  210,  18u4.  Chiast.  ident.  with  Andal.  Bern- 
hardi,  Moll's  Efem.,  iii.  3-2,  1807,  Beud,  Tr.,  363,  1824. 


Ortliorhombic. 
1-0U05. 


I A  1=90"  48',  OM-i 
Observed  planes  :  0  ; 
vertical,  7,  i-i,  i-2,  i-2  ;  domes, 
l-^,  l-l ;  octahedral,  1,  2-2.  OA  I 
^90°,  0  A  1-1=1W  55',  {-2  A  i-2 
=  127°  30',  l-iAl-i=10r  4^ 
l-^Al-^=:109°  50^  Cleavage:  / 
perfect  in  crystals  from  Brazil  ;  i-l 
less  perfect  ;  i-i  in  traces.  Mas- 
sive, imperfectly  columnar,  some- 
times ]-adiated,  and  granular. 

H.  =  T'5  ;  in  some  opaque  kinds 
3  —  6.  Ct.  =  3-05  — 3-35,  mostlv 
3-1 


U4°32';  a:h:c-- 


:0-T1241  :  1 


Westford  Mass. 


flesh 


3-2.  Lustre  vitreous;  often  weak.  Color  whitish,  rose-red. 
red,  violet,  pearl-gray,  reddish-brown,  olive-green.  Streak  uncolored. 
Transparent  to  opaque,  usually  substranslucent.  Fracture  uneven,  sub- 
conclioidal.  Double  refraction  strong;  optic-axial  plane  i-ij  angle  very 
large,  over  80°  ;  bisectrix  negative,  normal  to  0. 


Var. — 1,  Ordinary.    H.=:7-5  on  the  basal  face,  if  not  elsewhere.    For  sp.  gr.  see  below. 
2.  Chiastolite  (macle).  Stout  crystals  having  the  axis  and  angles  of  a  different  color  from  the  rest, 
owing  to  a  regular  arrangement  of  impurities  through  the  interior,  and  hence  exhibiting  a  colored 
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cross,  or  a  tesselated  appearance  in  a  transverse  section.  H.  =  3  —  '7 -5,  varying  much  with  the 
cLcgree  of  impurity.  The  loUowing  figures  show  sections  of  some  crystals.  Fig.  b42,  hj  C.  T. 
Jackson  in  J.  Soc.  N.  Hist.,  Bost.,  i.  55;  figs,  a  and  h  are  from  opposite  extremities  of  the  bame 
crystals;  so  also  c  and  d;  e  and /;  h  appears  to  be  a  twin  crystal. 


342 


Fig.  843  shows  the  successive  parts  of  a  single  crystal,  as  dissected  by  B.  Horsford  of  Spring 
field,  Mass. ;  344,  one  of  the  four  white  portions;  and  345,  the  central  black  portion.    The  formi 


344 


345 


of  the  white  and  black  portions  vary  much.  B:-riihardi  showed  in  1807  (1.  c.)  that  the  central 
column  sometimes  widened /ro/7i  ihe  mldiVe  toward  each  end. 

The  name  ?»ac/e  is  from  the  Latin  macula^  a  spot,  and,  as  Robien  observes,  it  alludes  to  the 
use  of  the  "  mascle  in  heraldry,  in  which  the  word  si.fcnifies  avoided  lozenge,  or  a  rhomb  with  open 
centre  ^1.  c,  1751,  in  de  Lisle,  Crist.).    Chiastolit?  is  from  ch>,  the  G-reek  name  for  the  letter  X. 

Comp.— 0.  ratio  for  R,  Si  =  3  :  •> ;  AlSi^Silica  36-8,  alumina  03-2=100,  with  Httle,  if  any, 
sesquioxyd  of  iron  replacing  the  alumina.  Analyses:  1,  Bucholz  (Moll's  Efem.,  iv.  190);  2, 
Thomson  (Min.,  i.  2.^2) ;  3,  Bunsen  (Pogg.,  xlvii.  18ii);  4,  A.  Erdmann  (Jahresb.,  xxiv.  311);  5, 
Roth  (Z<.  G.,  vii.  15);  6-8,  Hubert  (.Jahrb.  G-.  Reichs.,  i.  350,  858);  9,  Kersien(J.  pr.  Ch.,  xxxvii. 
.lt)2);  10-12,  Pflnp-sten  &  E.  E.  Schmid  (Pogg.,  xcvii.  118);  18,  Svanberg  (Jahresb.,  xxiii.  279); 
14,  15,  Jeremejef  (Verb.  Min.  Ges.  St.  Pet.,  1863,  14),  145);  If),  Arppe(Act.  Soc.Fenn.,  v.  1857); 
17,  Damour  (Ann.  d.  M.,  V.  iv.  53) ;  18,  Bunseu  (1.  c.) ;  19,  Jackson  (J.  N.  Hist  Boston,  i.  55) ;  20, 
Reuou(Expl.  Sci.  de  I'Algerie,  1848,  58);  -21,  Jerofejef  (Yerh.  Min.  Ge.s.  St.  Pet.,  18(53,  147): 


Si      ^1        ¥^e    Mn  Mg    Ca     Na     K  H 


Herzogau 
Tyrol 

"  Lisens 


"  Pseud, 

"    Langtauf  V. 

"       "  Pseud. 
Krumbach,  Pseud. 
Munzig 

Katharinenburg 
Robschiitz 
Braunsdorf 
Fahlun,  Sw. 
Mankova,  CJiiast. 
Schaitansk,  Andal. 
Kalvola,  Finl. 
Brazil  (1)  37  0:^ 

Lancaster,  39  09 

"  330 

Algeria,  "  36-0 

Ruskiala,  Finl.,  3842 


36-5 

35-  30 
40-17 
39-99 
3G-74 
39-24 

36-  66 

37-  63 
37-51 
35-74 

86-  84 
37-57 

87-  65 

35-  33 

36-  78 

37-  41 


60-5  4 
60-20  Fel 
58-6-2 

58-  60 

59-  65 
59  49 

60-  00 

59-  14 

60-  01 
56  98 
55  82 
59-88 
59-87 
62-20 

61-  70 
61-26 
61-45 
58-56 
61  0  Fe 
61-9 
50-96 


•0   

•32   

—  0-51 

■72  0-83 

-80   

63  

•33   

•86   

•49  

-71   

•22  

-38   

-87   

30 
•20 
-86 
•17 


tr. 


ir. 
0-53 


4-0 


3-20 


  0-49  

0-25  0-51   

0-50  2-01   

0-46  0-48   

0-  20  0-15   

1-  14  1-09  

0-17  0-61  

0-38  0-58   

  0-50  0  10  1-50 

tr.   0-90    ir.  0-80 


0-21 


ir.   4-12     tr.  0-50 


 =  101-0  Bucholz. 

2-08  =  99  86  Thomson. 

 =99-58  Bunsen. 

 =100-14  Erdmann. 

 =  99-68  Roth. 

 =100-12  Hubert. 

 =99-92  Hubert. 

 =100-14  Hubert. 

 =  99-95  Kersten. 

 =98-78  Pfingsteu. 

 =  98-11  Pfingsten. 

 =99-56  Pfingsten. 

 =  100-35  Svanberg. 

0-25  =  100  18  Jerem. 

0-56  =  100-39  Jerem. 

 =100-53  Arppe. 

 =  99-65  Damour. 

0-99  =  99  38  Bunsen. 

1  5  =  99  5  Jackson. 
 =98  5  Renou. 

2-60=99-80  Jerof. 


SUBSILICATES. 


Anal.  Xo.  4,  G.=3-154;  5,  cyauitc  pseudomorphous  after  audalu«iite,  G.=3*401 ;  6,  G.=3-103 

,7,  pseudomorphous  cyanite.  forming  the  exterior  of  6,  G.  =  3-32T  ;  8,  pseudomorphous  cyauitc 
after  andalusite,  from  the  Koralp  in  Styria,  G.  =  :r648  ;  9.  G  =3152;  lo,  G.  =  ;ri2  ;  11,  G.=3  L1  ; 
12,  G.  =  3  07  ;  To,  G.  =  3  14;  17,G.  =  3-160;  2o,  G  =31,  I,\I=dU\ 

Pyr.,  elc. — B.B.  infusible.  With  cobalt  solution  gives  a  blue  color  Not  decomposed  by  acids. 
Decomposed  on  fusion  with  caustic  alkalies  and  alkaline  carbonates. 

Obs. — Most  common  in  argillaceous  schist,  or  other  schists  imperfectly  crystalline;  also  in 
gneiss,  mica  schist,  and  related  rocks ;  rareh^  in  connection  with  serpentine.  Found  in  Spain,  in 
Andalu.^ia  (first  loc.  discovered),  and  thence  the  name  of  the  species;  in  the  Tyroi,  Lisens  val- 
ley, in  large  cryst.  with  cyanite;  in  Saxony,  at  Craunsdorf,  Rol)SchutZ;  Munzig.  Penig;  in  Mo- 
ravia, at  Goldenstein  ;  Bavaria,  at  Lahmerwinkel,  Rabenstein,  llogenau.  TiUenburg.  etc. ;  Austria, 
at  Felling,  near  Krems,  in  serpentine;  France,  Dept.  of  Var,  near  Hyeres;  Bareges  in  the  Pyr- 
enees; Finland;  Russia,  at  Schaitansk  in  the  Ural;  Makova.  etc.,  in  Xertschinsk.  In  Ireland 
at  KiUiney  Bay,  in  mica  schist;  near  Balahulish  in  Argyleshire-  Cumberland,  England.  In 
Brazil,  province  of  Minas  Geraes,  in  fine  crystals  and  as  roUed  pebbles. 

In  X.  America,  in  JIaine  at  Mt.  Abraham,  Bangor,  Searsmont,  Camden,  S.  Berwick.  A'  Hiunp.^ 
at  White  Mtn.  Xotch  ;  Boar's  Head,  near  Rye;  at  Charleston.  Vtrutont,  near  Bellows  Falls. 
Ma<s.,  at  AVestford,  abundant  in  cryst.,  sometimes  rose-colored;  Lancaster,  both  varieties;  Ster- 
ling, chiastohte.  Co?m.,  at  Litchiield  and  Washington,  good  cryst.  Pcnn ,  in  Delaware  Co.,  near 
Leiperville,  large  cryst. ;  at  Marple,  Upper  Providence,  and  Springfield,  good  cryst.  ;  one  weigh- 
ing 7^  lbs,  and  a  group  of  crystals,  free  from  the  gangue.  of  about  60  lbs.  Calf.,  along  the 
ChurchiUas  rivers,  San  Joaquin  val.,  at  crossing  of  road  to  Ft.  Miller.  In  Canada,  at  L.  St.  Fran- 
cis, in  reddish  trl.  cryst.,  in  mica  schist,  both  var.    In  A^.  Scotia,  at  Cape  Causeau 

Alt. — Andalusite  occurs  altered  to  kaoUn ;  sometimes  to  mica;  also  to  cyanite  (anal.  5,  7, 
S) :  crystals  being  found  consisting  of  cyanite.  or  mica,  as  a  result  of  the  alteration. 

A  partially  altered  andalusite  from  the  Tatchaltui  Mtn.,  Xertschinsk,  atfbrded  Jeremejef  (1.  c.) 
.Si  53-6,  A:r43-1,  Fe  1-Ul,  Mg  Ca  0-96.  Xa  tr.,  K  U-8,  ign.  u-87  =  100-34;  G.  =  2  944.  Thi 
crystals  were  distinctly  altered  to  a  depth  of  2  lines,  and  this  part  was  B.B.  fusible.  /.  \  I=9oi  , 
the  surfaces  not  smooth. 

Artif. — Formed  in  crystals  by  the  action  of  a  current  of  gaseouc  fluorid  of  silicon  on  calcined 
alumina,  tlie  angle  I A  /  of  the  crystal  91'",  and  composition  Si  2yo,  Al  7U-2  =  99-7  =A:1^  Si^ ;  also 
by  the  action  of  tiuorid  of  aluminum  on  silica  (Devilie  .t  Caron). 

Myelin- i?/-c'///< ,  Handb ,  ii  358,  184-1;  T alksteinmavk  Freitskben,  Mag.  Orykt  Saclis.,  v.  131, 
has,  as  llausmann  observes,  the  composition  of  cyanite  or  andalusite.  It  is  soft,  having  a  hard- 
ness of  about  2,  yellowish  or  reddish- white  to  whitish  color,  with  colorless  streak.  i;.  =  2  -i.">  — 
2  b3  ;  a  somewhat  greasy  feel    1,  Kersten  (Schw  J.,  Ixvi.  16);  2,  Kussin  (Ptimm.  Min.  Ch.,  561): 

Si  ^1  Mn  :\Ig 

1.  37-62  60-50  0-63  0  82  =  911-57. 

2.  36  01  63-72     =99-73. 

Breithaupt  says  that  it  contains  5  p.  c.  of  water ;  but  neither  of  the  analyses  made  sustaiit  this, 

323.  FIBROLITB.  Faserkiesel  (fr.  Bohemia)  Lindacker,  Mayer  s  Saraml.  phys.  Aufs.,  li.  277, 
1792,  Bergm.  J.,  ii.  H5,  1792  Fibrolite  (fr.  the  Carnatic)  Bournod,Fh\].  Trans.,  1802,  28J,  335  ; 
=Bouruoniie  Lucas,  Tabl.,  ii.  2 16, 18 13.  Bucholzit  (fr.  Tyrol)  Bmndds.  Sjhw.  J.,  xxv.  125,  18!  9. 
SLllimanite  (fr.  Conn  )  Bowen,  Am.  J.  Sci.,  viii.  113,  1824.  Worthite  Hass,  Pogg.,  xxi.  73,  1830. 
Xenolit  Xordensk.,  Act.  Soc.  Sc.  Fenn.,  i.  372,  Pogg.,  Ivi.  643,  1842.  Bamlit  Erd/nann.  -  Ak.  H. 
Stockh.,  1842,  19.    xMonroiite  (fr.  Monroe,  X.  Y.)  Silllnian,  Am.  J.  Sci.,  II.  viii.  385,  1849. 

Monoclinic.  /A  7=96°  to  98"^  in  tlie  smoothest  crystals  ;  usually  lar^rer, 
tlie  faces  1  striated,  and  passing  into  Cleavage  :  i-i  very  perfect,  bril- 

liant. Crystals  commonly  long  and  slender.  Also  tibrous  or  coliinmai 
massive,  sometimes  radiating. 

H.=i^6  — 7.  G.  =  3*2  — 3'3.  Lustre  vitreous,  approaching  siibadamantine. 
Color  hair-brown,  grayish-brown,  grayish-white,  grayish-green,  pale  olive- 
green.  Streak  iincolored.  Transparent  to  translucent.  Double  refraction 
very  strong ;  optic-axial  plane  i-i ;  angle  about  tti^  for  the  red  ray  ;  bisec- 
trix positive,  normal  to  O  \  Descl. 


OXYGEir  COMPOr^'DS. 


Var. — 1.  SWimaniie.  In  long,  slender  crystals,  passing  into  fibrous,  with  the  fibres  separable 
G.=3-238,  fr.  Norwich,  Ct,  Dana;  3-2?,2,  fr.  id.,  Brush;  3-239,  fr.  Yorktown,  Norton. 

2.  Fihrolite.  Fibrous  or  fine  columnar,  firm  and  compact,  sometimes  radiated ;  grayish-white  tc 
pale  brown,  and  pale  olive-green  or  greenish-gray.  Bucholziie  and  monovUte  are  here  included  ;  the 
latter  is  radiated  columnar,  and  of  the  greenish  color  mentioned.  G.=3-24,  fibrohte,  Bournon; 
3-19  — 3-21,  id.,  Damour;  3-239,  bucholzite,  fr.  Chester,  Pa.,  Erdmann;  3-04— 3-1,  monrolite,  B. 
feillimau;  3-075,  id.,  Brush. 

Bamliie,  from  Baaile,  Norway,  resembles  the  monrolite,  being  columnar  subplumose,  silky;  G. 
=  2-984,  and  color  sreenish- white  or  bluish-green.  The  analysis  of  Erdmann  (see  below)  gave  a 
large  excess  of  silica ;  but  L.  Seemann  observes  that  there  are  minute  prisms  of  quartz  among  the 
fibres  of  bamlite. 

XenoUie  also  resembles  fibrohte  closely,  excepting  in  the  high  specific  gravity,  3*58,  which  sug- 
gests an  identity  rather  with  cyanite.  But  the  prisms  are  stated  to  have  the  angle  Vtl^,  which  is 
the  angle  of  andalusite;  and  Descloizeaux  says  that  it  is  optically  like  fibrohte,  and  not  like 
cyanite.    From  Petershoff,  Finland,  and  near  St.  Petersburg. 

Worihite  is  hydrous,  and  appears  to  be  a  somewhat  altered  form.  TI.=1-2o  ;  color  white;  trans- 
lucent.   Optically  like  the  above.    From  near  St.  Petersburg. 

Coinp. — Al  Si,  as  for  andalusite = Silica  36'8,  alumina  63-2  =  100,  as  in  Damour's  analysis  of 
fibrohte,  and  Connell's,  Staafs,  and  Silliman's  of  sillimanite.  I)amour  obtained  in  his  analysis 
of  sillimanite  39  p.  c.  of  silica,  and  others  still  more,  showing  apparently  that  the  mineral  is  not 
always  pure. 

Analy.^es  of  fibrohte,  etc. :  1,  Chenevix  (J.  d.  Mines,  xiv.  86) ;  2,  B.  Silliman,  Jr.  (Am.  J,  Sci.,  II. 
viii.  388);  3.  4,  Damour  (C.  R,  Ixi.  319);  5.  Brandes  (J.  de  Pharm.,  xci.  237);  6,  Thomson  (Ann. 
Lyc.  N.  York,  iii.  and  Min.,  i.  235);  7,  A.  Erdmann  (Ak.  H.  Stockholm,  1842,  19) ;  8,  9,  B.  SiUi- 
man,  Jr.  (1.  c);  10,  Bowen  (Am.  J.  Sci.,  viii.  113);  11,  Hayes  (Alger's  Min.,  601);  12,  Connell 
(Jameson's  J.,  xxxi.  232);  13,  Staaf  (Jahresb.,  xxv.  348);  14,  Silhman,  Jr.  (1.  c);  15,  Damour 
(Ann.  d.  M.,  V.  xvi.  219);  16,  Norton  (This  Min.,  2d  ed.,  378,  1844);  17,  18,  Smith  &  Brush 
(Am.  J.  Sci.,  II.  xvi.  49) ;  19,  Komonen  (1.  c.) ;  20,  Hess  (Pogg.,  xxi.  73): 


gi 

^1 

Mg 

S 

1. 

Carnatic,  Fihrolite 

38-00 

58-25 

0-75 

 =97-00  Chenevix. 

2. 

36-31 

62-41 

0-70 

 =99-42  SiUiman.* 

3. 

Brioude,  " 

37-18 

61-17 

1-06  =  100  11  Damour. 

4. 

Morbihan,  " 

37-10 

61-03 

0-71 

1-20  =  100-1)4  Damour. 

5. 

Tyrol,  Bucholzite 

46-00 

50-00 

2-50 

 ,  K  1  -5  =  1 1  )0  Brandes. 

6. 

Chester,  Pa.  " 

46-40 

52-92 

ir. 

 =99-32  Thomson. 

7. 

u  u 

40-05 

58-88 

0-74 

0-40=100-07  Erdmann=^P  Si'. 

8. 

li  tl 

35-96 

64-43 

0-52 

 =100-91  Silliman. 

9. 

Brandy  wine  Sp..  fibrous 

36-16 

63-52 

 =99-68  Silliman. 

10.  Chester,  Ct.,  Sillimanite 

42-66 

54-11 

2-00 

0-51=99-28  Bowen. 

11. 

H  11 

42-e.O 

54-90 

1-10 

040 

 ,  Ca  ()-31  =  '.)9-U  Hayes. 

1-2. 

u  u 

36-75 

58-94 

0-90 

 =96-68  Connell. 

13. 

U  (( 

37-36 

58-62 

2-17 

0-40 

0  43  =  98-98  Staaf. 

14. 

U  (( 

37-65 

62-41 

 =100-(i6  Silliman. 

15. 

a  11 

39-06 

59-53  Fe 

1-42 

 ,  Mn  0  28  =  100-28  Damour. 

16. 

Fairfield,  N.  Y.  " 

37-70 

62-75 

2-29 

 =102-74  Norton.f 

IT. 

Monrolite 

37-20 

59-02 

2-08 

1-03  =  99-33  Smith  &  Brush. 

18. 

37-03 

61-90 

0-85  =  99-78  Smith  &  Brush. 

19. 

Xenolite 

47-44 

52-54 

 =99  98  Komonen. 

20. 

Worthite 

40-58 

53-50 

1-00 

463  =  99-71  Hess. 

An  analysis  of  bamlite  afforded  Erdmann  (1.  c.)  Si  56-90,  ^1  40-73,  ffe  r04,  Ca  1-04,  F  ir.= 
99-71. 

Pyr.,  etc. — Same  as  given  under  andalusite. 

Obs. — Occurs  in  gneiss,  mica  schist,  and  related  metamorphic  rocks. 

Observed  near  Moldau  and  Schuttenhofen  in  Bohemia  (faserkiesel) ;  at  Fassa  in  the  Tyrol 
(buchofzite);  in  the  Carnatic  with  corundum  {fihrolite) ;  at  Bodenmais  in  Bavaria;  near  Eger  in 
Bohemia ;  Marschendorf  in  Moravia  ;  in  France,  in  the  vicinity  of  Issoire  in  boulders,  and  also  in 


*  One  of  Bournon's  own  specimens,  Te?eivcd  by  Col.  Gibbs  (from  whom  the  original  part  of  the 
Yale  Caijinet  was  obtained)  from  Count  Bournon  himself. 

f  Prof.  Norton  states  that  in  his  analysis  the  excess  of  alumina  was  probably  o-wing  to  the 
presence  of  alumiuate  of  potassa,  which  remained  with  the  alumina  after  separating  the  oxyd  of 
iron  by  caustic  potassa ;  subtracting  this  excess,  the  analysis  corresponds  to  those  by  Sillinian. 


SUBSILICATES. 
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the  canton  of  Paulhaguct,  and  in  the  vicinity  of  Chavaguac  and  Ourouze  with  cvanite  and  corun- 
dum, and  between  St.  Eble  and  Crespignac. 

In  the  United  States,  in  Massac! ametts,  at  "V\'orcester.  In  Connecticut,  at  the  falls  of  the  Yantic, 
near  Norwich,  with  zircon,  monazite,  and  corundum ;  and  at  Chester,  near  baybrook  [iillauanite); 
at  Humphre3'sville.  In  -V.  York,  at  Yorktown,  Westchester  Co.,  lo  m.  N  E.  of  Sing  Sing;  near 
the  road  leading  from  Pine's  Bridge  to  Yorktown  P.  Oflice,  in  distinct  crystals,  with  monazite, 
tremolite,  and  magnetite,  the  crystals  often  running  through  the  magnetite ;  in  Monroe,  Orange 
Co.  {riionrolite),  with  mica,  garnet,  magnetite,  etc.  In  Peru).,  at  Chester  on  the  Dela\\are,  near 
Queensbury  forge ;  in  Delaware  Co.,  in  Birmingham,  Middletown,  Concord,  Aston,  Darby,  la 
Dt  awa>'e,  at  Brandywiue  Springs 

Pibrolite  was  much  used  for  stone  implements  in  western  Europe  in  the 
"Stone  age"    (Anal.  8,  4.) 

The  crystallization  of  siliiraanite,  tibrolite.  bucholzite,  and  also  of  bamlite 
andxenolite,  was  first  shown  to  be  orthorhombic  by  Descloizeaux,  on  optical 
grounds.  The  terminal  planes  in  the  crystal  figured  by  the  writer  (annexed 
figure)  were  rough,  and,  as  stated  in  the  last  edition,  of  too  doubtful  import 
to  be  relied  on  for  their  angles  or  their  indications  as  to  tlie  symmetry  of 
the  crystals.  Afforded  O.\T=\0b°  ■ '0.\m=Vi'i  oO',  ??iA7',  back,=  120' 30'. 

The  species  approximates  closely  to  andalusite,  but  appears  to  difler  in 
its  cleavage,  that  paraUel  to  i-i  bemg  very  perfect,  with  none  parallel  to  /; 
and  in  its  j^osidve  bisectrix  and  much  smah'^r  optic-axial  angle. 

Named  fibrolite  from  the  fibrous  massive  variety ;  bucholzite,  after  the 
chemist  Bucholz  ;  sdlimande^  after  Prof.  SiUiman. 


I 


32 1.  OYANITE.  Talc  bleu  Sage,  Descr.  Cab.  de  I'Ecole  des  Mines,  154,  1784.  Sappare 
Saussure  fils,  J.  de  Phys.,  xxxiv.  213,  1789.  Beril  feuillete  Sage,  J.  de  Phys.,  xxxi.  S9,  1789. 
Cyanit  (fr.  Greiuer)  Wern.,  Hoflfm.,  Bergra.  J.,  37  7,  393,  1789;  Wern ,  ib.,  164,  1790;  Kyanite. 
Disthene  //.,  Tr.,  iii.  101.  Rhaetizit  (fr.  Pfitschthal,  or  ancient  Rhaetia)  Wern.,  Hofi'm.  Min..  ii. 
b,  318,  1815,  iv.  b,  128,  1817. 


Tricliiiic.    In  flattened  prisms,  having  the  phanes  i-i,  i-i,  /, 
the  annexed  transverse  section  (flg.  347) ;  0  rarely  observed, 
oblong,  usnally  very  long  and  blade-like. 


as  m 
Crystals 


6^  A^-^  =  93^  15' 
O  A  i-i  =  100  50 
(9a/'=96  42 
O  A  7=98  58 
^A^-^=l!>2  21 
i-i  A  i-l=lOQ  16 


I A  I'  , 
i-i  A  /= 
i-i  A  I- 
i-l  A 
i-i  A 


=  97°  4' 
140  35 
145  41 
=  131  23 
=  159  15 
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/A^-2  — 166  26 


Cleavage :  i-l  perfect ;  i-i  less  so  ;  0  imper- 
fect. Twins :  composition-face  the  two 
planes  0  and  i-i  making  angles  with  one  an- 
other;  either  /"^yAMianded^or  /^/Y-handed,  analogous  to  ri^ht-  and  left- 
handed  twins  of  orthoclase  (f.  314,  315,  p.  353) ;  also  a  kind  liaving  the  two 
crystals  crossing  at  60°.    Also  coarsely  bladed  cohunnar  to  snbflbroiis. 

H. ^5  — 7*25,  the  least  on  the  lateral  planes.  G.  =  3-45  — 3-7;  3'559, 
white  cyanite  ;  3-675,  blue  transparent ;  3*661,  Tyrol,  Erdmann.  Lustre  vit- 
reous— pearly.  Color  blue,  white,  blue  along  the' centre  of  die  blades  or  crys- 
tals with  white  margins  :  also  gray,  green,  black.  Streak  nncolored.  Trans- 
lucent— transparent.^  _  Optic-axial  plane  inclined  about  30°  to  edge  i-i / i-\ 
and  60°  15'  to  edge  i-l/  0\  bisectrix  negative,  very  nearly  normal  to  i-t. 

Var.— The  white  cyanite  is  sometimes  called  RlicBiizite. 
Comp. — Al§i=Sdica  36-8,  alumina  G;;-2  =  I0O. 

Analyses:  1-3,  Arfvedsou  i  Ak.  H.Stockholm,  1821,  i.  148.  and  Schw.  J.,  xxxiv.  203);  4,  Rosales 
(Pogg.,  Iviil  160;;  5,  Mariguac  ^Ann.  Ca.  Phys.,  xiv.  49);  6,  7,  A.  Erdmann  (Jahresb.,  xxiv.  311); 
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bi 

1. 

Roraas,  Norway 

36-4: 

63-8 

St.  Gothard 

34-33 

64-89 

3. 

"      later  an. 

36-9 

64-7 

4. 

u 

30-57 

63-11 

5. 

(t 

36  60 

62-66 

6. 

Roraas 

37  40 

61  86 

Tyrol 

37-36 

62  09 

8. 

Greiner,  Tyrol 

37-30 

62-60 

9. 

Saualpe,  Car. 

37-92 

61-60 

lu 

Heriijoki,  Fiul. 

4212 

55-33 

U. 

"Wennland 

40-02 

58-46 

12. 

Lincoln  Co.,  K  C. 

37-60 

60-40 

8,  Jacobson  (Pogg.,  Lxviii.  416) ;  9,  Kohler  (Ramm.  Min.  Ch.,  557) ;  10,  Modeen  (Arppe  Undersokn., 
141);  11,  Igelstrom  (J.  pr.  Ch.,  Ixiv.  61);  12,  Smith  &  Brush  (Am.  J.  Sci ,  II.  xvi.  37  I): 

 =100-2  Arfvedson. 

 -.99-22  " 

 =101-6  " 

l-19=10,i-97  Rosales. 
0-84=100-(jO  Maria-nac.    G.  =  3-6. 
0-52,  Cu  0  19,  n  0^^61  =  100  58  Erdmann.    G.  =  3'6237. 

0-  71  =  100-16  Erdmann.    a  =  3-661. 

1-  ()8  =  10o  98  Jacobsou.    G.  =  3-678. 

1-  04,  Ca  0-42=i0o  98  K5hler. 

0-46,  Ca  2-21,  H  2-66  =  102-78  Mod.    Mixed  with  quartz. 

2-  04=100-52  Igelstrom.    G.  =  3-48. 
1  -60  =  99-60  Smith  &  Brush. 

Pyr.,  etc. — Same  as  for  andalusite, 

Obs. — Occurs  principaUy  in  gneiss  and  mica  slate,  Found  in  transparent  crystals  at  St.  Goth* 
ard  in  Switzerland ;  at  Greiner  and  Pfitsch  {rhcetiziie,  or  white  variety)  in  the  Tyrol ;  also  in 
Styria;  Carinthia;  Bohemia;  Xorway;  Finland;  at  Pontivy,  France  ;  Villa  Rica,  South  America ; 
in  Scotland,  at  Botriphinie  in  Banftshire,  at  Banchory  in  Aberdeenshire,  and  near  Glen  Tilt ;  in 
the  Shetlands  at  Hilswickness  Point;  in  Ireland,  at  Donegal  and  Mayo. 

In  X.  Hamp.^  at  Jaff'rey,  on  the  Monaduocli  Mtn.  In  Mans.,  ac  Chesterfield,  "with  garnet  iu 
mica  schist;  at  ^Vortliington  and  Blanford  in  good  specimens ;  at  Westtield  and  Lancaster.  In 
Conn.,  at  Litchfield  and  "\v ashington  iu  large  roUod  masses,  with  corundum  and  massive  apatite; 
ct  Oxford,  near  HumphreysviUe,  iu  mica  schist.  In  Vermont,  at  Thetford  and  Salisbury;  at  Bel- 
lows Falls  in  short  disseminated  crystals.  In  Pemi.,  in  fine  specimens  near  Philadelphia,  on  the 
Schuylkill  road  near  the  Darby  bridge;  near  tlie  Schuylkill,  on  the  Ridge  road,  back  of  Rouiu 
Hood  tavern;  at  East  and  West  Branford,  Chester  Co.;  at  Darby  and  Haverford,  Delaware  Co. 
In  Mary/and,  eighteen  miles  north  of  Baltimore,  at  Scott's  mill;  in  Delaware  near  "Wilmington. 
In  Virginia  at  "Willis's  Mt..  Buckingham  Co  ,  and  two  miles  north  of  Chancellorville,  Spotsyl- 
vania Co.  In  K  Carolina,  on  the  road  to  Cooper's  gap  in  Lincoln  Co.,  near  Crowder's  Mtn., 
"with  lazulite.    A  black  varitty,  associated  with  rutile,  occurs  in  North  Carolina. 

Cyanite,  when  blue  and  transparent,  and  in  sufficiently  large  pieces,  is  employed  as  a  gem,  and 
somewhat  resembles  sapphire. 

Named  from  xvai'Oi,  blue.  The  name  sappare  arose  from  a  mistake  by  Saussure,  Jr.,  in  reading 
a  label  of  this  mineral  on  which  it  was  called  sapphire ;  a  copy  of  tljis  label  is  given  in  J.  de 
Pbys.,  xxxiv.  213  ;  the  specimen  t]ius  labelled  was  from  Botriphinie  in  Scotland,  and  was  sent  by 
the  Duke  of  Gordon  to  Saussure  the  father.  Distlieae  is  from  <i  ,  twice,  or  of  two  kinds,  and  auepui, 
strong,  alluding  to  tlie  unequal  hardness  and  electric  properties  in  two  different  directions. 

Von  KobeU  has  shown  (Ber.  Ak.  Miinchen,  1867  )  that  the  right  and  left-lianded  twins  may  be 
easily  distinguished  by  means  of  polarized  hght ;  they  give,  with  the  stauroscopo,  a  cross  some- 
•what  obhque  in  position ;  but  the  principal  optical  section  does  not  revolve  with  the  revolution 
of  the  crystal ;  while  the  colors  change  in  different  order  with  the  revolution,  according  as  the 
twin  is  right-handed  or  left-handed. 

Alt. — Cyanite  occurs  altered  to  talc  and  steatite. 


325.  TOPAZ.  Noc  Tora^ioj,  Topazius,  Gr.,  Plin.,  or  Agric.  [=Chrysohte  pt.].  Chrysolithos 
pt.  Plin.,  xxxvii.  42.  Topasius  vulgaris=Chrysohthus  veterum  de  Boot,  Gemm.,  1636.  Chryso- 
lithus  de  Laet,  De  Gemm.  et  Lap.,  1647.  Topazius  vera  Saxonia  (fr.  Schneck  en  stein)  Henckel, 
Act.  Ac.  N.  Cur.,  iv.  316.  Topas  Wall.  117,  1747.  Topas  pt.  [rest  Beryl,  etc.]  Cronst,  43, 
1758.  Chrysohthus  (fr.  Saxony)  Linn.,  Syst.  1768.  Topaze  du  Bresil,  T.  do  Saxe,  de  Lisle, 
Crist..  1772,  1783,  with  figs.  Si,  'M,  Ca,  Fe,  Bergm..  Opusc,  1780.  Si,  ^1,  and  Fluorine  Klapr., 
Mem.  read  before  Ac.  Wiss.  Berhn,  1801,  Beitr.,  iv.  160,  18i)7  ;  Vauq.,  J.  d.  M.,  xvi.  469,  1804 
(with  ref.  to  anal,  by  Klapr.).  Pyrophysalite  (fr.  Finbo)  His.  &  Berz.,  Afh.,  i.  Ill,  1806,  Gehl. 
J.,  iii.  124,  1807=Physalith  Wern.,  Hoffm.  Min.,  iv.  b,  114,  1817. 

Pycxite.  Weisser  Stangenschorl  ^erm. ;  IVem.,  Ueb.  Cronst.,  169,1780.  Schorl  blanc  en 
prismes  striees  (fr.  Altenberg)  Sage,  Min.,  i.  204,  1777 ;  de  Lisle,  Crist.,  ii.  420.  1783.  Schorlartiger 
Beril  [var.  of  Beryl]  Wern.,  Bergm.  J.,  i.  374,  383,  1789.  Stangenstein  [species]  Karst,  Mus 
Lesk.,  1789;  lab.,  2o,  69,  ISOO.    Schorl  blanchatre  Delameth.,  Sciagr.,  L  289  j  Leucohte  pt.  id. 


SUBSILICATES. 


377 


T.  T.,  ii.  1191.  Schorlite  Klapr,,  CreU's  Ann.,  i.  395,  1788.  Shorlite  Kirwan,  Min.,  i.  286, 
1794.  Pycnite  B.,  Tr.,  iii.  1801.  Hi  +  Al  +  F  Bucholz,  Scliw.  J.,  i.  385,  1803.  Pycuite^Topaze 
=  Silice  fluatee  alumineuse  i/.,  Tab!.,  1809. 


Orthorliombic.    Ja  7=124°  17\  0  A  1-7=138^ 


3';  a 


1) :  c=0-90243  : 1 


1*8920.  Observed  planes  :  0  ;  vertical,  7,       ^-f,  ^-2,  ^'-f,  i-2>^i-\  t-^  ;  domes, 

2-z,         3-z,  4:4,  S-i ;  octahedral,  i,  f ,  1,  |,  2  ;  1-2, 


2.7 


4-2 


4.r,  .    lO.J'    14.7  .    2-3.  •  1 


7  "4  5    1  ij  ¥  J 


2  ) 


4.9  3. 
8  ^5  ^ 


2-2,  f  2,  4-2  ; 


6>  A  1-7=118°  58' 
O  A  2-7=118  59 
O  A  ■ir=152  56 
A  1=145  47 
0  A  1=134  25 
0  A  2=116  6 
6>  A -1-2=138  48 
6^  A  1-3  =  145  55 
O  A  1-5=150  35 


6^  A  f  1=147°  33' 

0  A  2-^=136  21 

0  A  4-2=117  40 

/A  ^-|=169  27 

/A^-2  =  161  16 

7a^-3=150  6 
i-2  A  ^-2,  ov.  ^-7,  =  93  11 
^'-IA^-2  =  136  35i 
i-i  A  ^-3  =  141  46 


1-S,  -l-s 


.2 

i  A 1 


A  -2 


mac,  =  149° 


1  A  1,  ov. 


3r 

=  141  O 
6>,  =  88  49^ 
2  A  2-7=127  26i 
2-1  A  2-7,  ov.  (9, =92  42 
2  A  2,  mac,  =  130  22^ 
7-3  A  7-S ,  0  V.  7-7,  =  1 1 5  3 1 1 
i-l  A  7-4,  ov.  z-I,  =  129  22 


Crystals  usually  liemiliedral,  tlie  extremities  being  unlike.  Cleavage  : 
basal,  biglily  perfect.    Also  tirm  columnar  ;  also  granular,  coarse  or  line. 


348 


350 


I   I  12 


!49 


351 


352 


12 


Trumbull,  Ct. 


353 


I  i-2 


Schneckenstein. 


II.  =  8.  G.  =  3*4— 3*v')5.  Lustre  vitreous.  Color  straw-yellow,  wine- 
yellow,  wliite,  grayish,  gi-eenish,  bluish,  reddish  ;  pale.  Streak  unculored. 
Transparent — subtransluccnt.  Fracture  subconehoidal,  uneven,.  Pyrc*- 
electric.  Optic-axial  plane  /-I;  divergence  very  variable,  sometimes  diHer- 
ino'  much  in  different  parts  of  the  same  crvstal  ;  bisectrix  positive,  normal 
to^O. 

Var. —  1.  Ordinary.  Usually  in  crystals;  common  form  prismatic.  The  basal  cleavag-e  is  an 
easily  observed  character.    Crystals  from  La  Paz,  iSlexico,  p:ave  Hessenbero-  I    7=124'  2G'. 

FJujsal/tt,  or  pyrop/tysante,  is  a  coarse  nearly  opaque  variety,  in  yellowish-white  large  crystal.? 
from  Finbo;  it  iutuniesees  when  heated,  and  hence  its  name  from    '-a  -,  lo  Now.  and  ,'nre. 

2.  Pycnite.  '  Structure  columnar,  but  very  compact.  Has  been  considered  a  disduct  species  on 
the  ground  of  composition  (see  anr.l )  and  crystallization  (made  nionoclinic  l^y  Forchhammer), 
But  Rose  has  made  out  that  the  cleavage  is  the  same,  and  the  form  probably  the  same;  and 
r>escloizeaux  has  .shown  that  the  optical  cliaraciers  are  those  of  topaz.  Finally,  Rammelsberg's 
recent  analysis  gives  the  same  composuiou.    Named  from  -v  loc,  thick. 

Comp. — AlSi,  with  one-half  of  the  oxygen  of  the  sihca  replaced  by  fluorine;  or,  specially,  A] 
Q  Si  0- -hi Si  F-J  =  Silicon  15-17,  aluminum  29-58,  oxygen  34  67,  fluorine  '^0-oS  =  100;  or,  Silica 
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16"2,  silicic  fluorid  28-1,  alumina  5.r7  =  100.  The  formula  agrees  with  Stiidcler's  results,  whc 
shows  (J.  pr.  C  h.,  xcix.  65)  that  the  fluoriue  present  amounts  to  about  20-68  p.  c.  i  see  below). 

Analyses:  1-3,  Berzelius  (Schweig  J.,  xvi.  423,  Afhandl.,  iv.  236);  4,  5,  Forchhammer  (J.  pr. 
Ch.,  xxix.  195,  XXX.  40U) ;  6-10,  Rammelsberg  (J.  pr.  Ch.,  xcvi.  7);  11,  Bucholz  (Seliw.  J.,  L 
385 j;  12,  Berzelius  (1.  c);  13,  Forchhammer  (1.  c);  14,  Rammelsberg  (1.  c): 


Si 

^1 

F 

1. 

Auerbach,  Saxony 

34  24 

57-45 

14-90  Berzelius. 

2. 

Brazil.,  yelloiu 

34  01 

58-38 

15  U*)  Berzehus. 

3. 

Fin  bo,  pyrophysalite 

34-;:i6 

57-74 

15-U-2  Berzelius. 

4. 

Finbo,  " 

35-tl6 

55-16 

17-79  Forchhammer. 

5. 

Trumbull,  Ct. 

35  39 

55-96 

17-;i5  Forchhammer. 

6. 

Seluieckenstein 

(1)33-53 

56-54 

18  62  Ramm. 

7. 

Schlackenwald 

(1)33-37 

56-76 

18-54  Ramm.    G.  =  3-520. 

8. 

Adun-Tschilon 

33-56 

56  28 

18-30  Ramm.    G.  =  3-563. 

9. 

Brazil 

(1)  33  78 

57-39 

16-12  Ramm.    G-.  =  3-561. 

10. 

Trumbull 

32-38 

55  32 

16-12  Ramm.    G.  =  3-514. 

11. 

Altenberg,  Pycnite 

35-0 

48-0 

16-5  Bucholz. 

12. 

ti  u 

38-43 

51  00 

17-09  Berzelius. 

13. 

n  u 

39  04 

51-25 

I8--I8  Forchhammer. 

14. 

((  (( 

33-28 

55-32 

16-12  Ramm.  G.=:3-514. 

No.  10  gave  0-66  ign.    Deville  (C.  R.,  lii.  782)  obtained  for  topaz  : 


1.  Saxony 

2.  Brazil 


Si 

^1 

Si 

F 

22-3 

54-3 

65 

17-3=:100-4. 

25-1 

63-8 

6-8 

15-7  =  100-4. 

Klaproth,  in  1795  (Beitr,  i.  10),  found  that  pycnite  lost  25  p  c.  in  a  porcelain  oven;  and 
Forchhammer  (J.  pr.  Ch.,  xxix.  194,  xxx.  400)  obtained  for  the  loss,  at  the  fusing-point  of  iron,  of  the 
topaz  of  Trumbull,  Ct,  23-535  p.  c. ;  of  Brazil,  23-03  ;  of  Finbo,  24  80  H  St.  Claire  Deville  states 
(C.  R.,  xxxviii.  317 )  tliat  topaz  loses  its  fluorine  as  fluorid  of  sihcon  ;  23  p.  c.  of  this  fluorid,  in  his 
trials,  passed  ofl".  In  recent  experiments  made  under  Rammelsberg  s  direction,  the  Finbo  mineral 
lost  in  a  porcelain  oven -2-2-98  p  c. ;  Schneckenstein  20  7:s;  Schlackenwald  17-73—16-23;  Trum- 
bull 16-.^7  — 19-55;  Brazil  15-40  —  14-29;  Altenberg  pycnite  19  98.  The  topaz  was  not  fused  in 
the  heating,  yet  somewhat  blistered  at  surface.  The  Brazil  topaz  afforded  Rammelsberg  after  the 
heating  in  which  15-4  p.  c  were  lost.  Si  30-22,  ^1  71-34,  F  1  56=103-12;  and  after  that  in  which 
the  loss  was  14-.  p  c.  Si  30  10,  Al  70-38,  F  2  47  =  102-95,  showing  that  the  part  lost  was  not 
strictly  fluorid  of  silicon,  but  may  have  included  some  fluorid  of  aluminum,  G  Siadeler  (1.  c.)  has 
shown  that  part  of  the  tluoriue  escapes  as  fluohydric  acid,  and  makes  89-9  p.  c.  of  the  loss  to  be 
fluorine.  This  gives  for  the  Trumbull  topaz  (anal.  5),  2riH  F;  the  Brazil.  '20-71  F;  the  Finbo, 
*22-29,  from  Forchhammer's  results,  and  2U  (in  from  Rammelsberg's ;  for  the  Saxon,  15-64  from 
Rammelsberg's  trials,  and  2m-68  from  Deville's;  the  mean  of  the  whole  20-68. 

Pyr.,  etc.— B.B.  infusible.  Some  varieties  take  a  wine-yellow  or  pink  tinge  when  heated. 
Fused  in  the  open  tube  with  salt  of  phosphorus  gives  the  reaction  for  fluorine.  AVith  cobalt 
solution  the  pulverized  mineral  gives  a  fine  blue  on  heating.  Only  partially  attacked  by  sulphuric 
acid    G.  before  ignition  :-;-5:i9,  after,  3  533,  Church. 

Obs. — Topaz  occurs  in  gneiss  or  granite,  with  tourmaline,  mica,  and  beryl,  occasionally  with 
apatite,  fluor  spar,  and  tin  ore  ;  also  in  talcose  rock,  as  in  Brazil,  with  euclase,  etc.,  or  in  mica  slate. 
With  quartz,  tourmaline,  and  lithomarge,  it  forms  the  topaz  rock  of  Werner  (topazuseme  of  Haiiy). 
Specimens  of  quartz  crystal  from  Brazil,  penetrated  by  topaz,  are  not  uncommon. 

Minute  crystals  of  three  or  four  diftereut  kinds,  and  two  or  three  kinds  of  liquids,  have  been 
detected  by  Sir  David  Brewster  in  crystals  of  topaz.  (Edinb.  Trans.,  x.,  and  Am.  J.  Sci.,  xii.  2  <4 ; 
and  later,  Eduib.  new  Phil.  J.,  II.  xvi.  130,  Proc.  R.  Soc.  Edinb.,  iv.  548,  v.  95  )  See  under  Or- 
ganic Compounds. 

Fine  topazes  come  from  the  Urals,  near  Katharinenburg,  and  Miask  ;  in  Nertschinsk,  beyond 
L.  Baikal,  in  the  Adun-Tschilou  Mts.,  etc.,  one  crystal  from  near  the  river  Urulga,  now  in  the  im- 
perial cabinet  at  St.  Petersburg,  being  11^  in.  long,  6i  in.  broad,  weighing  22|  lbs  av ,  and  mag- 
nificent also  in  its  perfect  transparency  and  'v\'ine-yellow  color.  Found  also  in  Kam-chatka,  of 
yeflow,  green,  and  blue  colors  ;  Villa  Rica  in  Brazil,  of  deep  yellow  color,  either  in  veins  or  nests 
in  lithomarge,  or  in  loose  crystals  or  pebbles ;  sky-blue  crystals  in  Cairngorm,  Aberdeenshire ; 
Jameson  mentions  one  which  weighed  19  oz. ;  at  the  tin  mines  of  Schlackenwald,  Zinnwald,  and 
Ehrenfriedersdorf,  and  smaller  crystals  at  Schtieckenstein  and  Altenberg ;  the  iMourne  mountains, 
small  limpid  crystals  with  beryl,  albite,  and  mica,  in  drusy  cavities  in  granite.   Physalite  occurs  in 
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crystals  of  ^eat  size,  at  Fossum,  Norway  ;  Finbo,  Sweden,  in  a  granite  quarry,  and  at  Brodclbo 
in  a  boulder;  one  crystal  from  this  last  locality,  at  Stockholm,  weighed  eighty  pounds. 

Topaz  occurs  also  in  the  Mercar.o  Mtn.,  in  Durango,  Mexico,  along  with  tin  oi'e  and  magnetite  ; 
at  La  Paz.  province  of  Guanaxuato.  ri/cn/feis  from  the  tin  mine  of  Altcnberg  in  Saxuuy  ;  also 
those  of  Scldackenwald,  ZinnwalJ  in  Bohemia,  and  Kongsberg  in  Norway, 

In  the  United  f^tatcs,  in  Co?in.,  at  Trumbull,  with  fluor  anddiaspore;  at  Middletown  rare; 
at  Willimantic,  with  columbitc.  In  X.  Car.,  at  Crowder's  MouTitani.  In  UfaJi,  near  iid  4  0  N.  and 
1  i;^V^  AV.,  W.  of  S.  of  Salt  Lake,  in  Thomas's  Mts.,  on  Capt.  Simson's  return  trail.  At  Trumbull 
the  crystals  are  abundant,  but  are  seldom  transparent,  except  those  of  small  size  ;  these  are 
nsuady  white,  or  with  a  tinge  of  green  or  yellow.  The  large  coarse  crj^stals  are  sometimes  sis 
or  seven  inches  in  diameter. 

A  variety  of  topaz  from  Brazil,  when  heated,  assumes  a  pink  or  red  hue,  resembling  the  Balas 
ruby.  The  finest  crj'stals  are  brought  from  Minas  Novas  in  Brazil  From  their  peculiar  limpid- 
ity, topaz  pebbles  are  sometimes  denominated  gouties  tftau.  The  coarse  varieties  of  topaz  may  bo 
employed  as  a  substitute  for  emery. 

On  the  cryst.  of  topaz,  see  Kokscharof.  Min.  RussL,  ii.  198,  344:,  iii.  195,  378;  Hessenberg.  i^in. 
Not..  No.  vii.  38. 

The  name  topaz  is  from  ron-d^ioc,  an  island  in  the  Bed  Sea.  as  stated  by  Pliny.  Rut  the  topaz 
of  Pliny  was  not  the  true  topaz,  as  it  '-yielded  to  the  file."  Topas  was  included  by  Pliny  and 
earlier  writers,  as  well  as  by  many  later,  under  the  name  chrysolite. 

Alt. — Topaz  is  found  altered  both  to  steatite,  and  kaohn  or  lithomarge. 


326.  EUCLASE.  Haiiy ;  Delameth.,  J.  de  Phys.,  xli.  155,  1'792  (without  credit  to  Haiiy) ; 
T.  T.,  ii.  254,  1797  (with  credit  to  Hauy) ;  Hady,  J.  d.  Mines,  v.  258,  179y,  Tr.,  ii.  1801.  Euklas 
Gtrm. 


Monoclinic.  6'=  79°  44'=6>A^-^,  /A /=zll5°  0',  6>  A  1-^  =  146°  45'; 
a\h:  r=l-02943  :  1  :  l-5446r=l  :  0-97135  :  1-5004:3.  Observed  ])]anes  : 
vertical,  I{s\  i-i{ct\  i-\{h\  i-2{I),  ^'-if  («),  {-§{1),  ),  t-if(h\ 

^-3((J),  z-8(£),  ^^'-18,  ^'-32;  ^'f;  clinodomes,  hi{n\  l-\(o),  f-?  ('/),  2-1  3-'^  ; 

1(^0;  l-2V/),-l-2(/0,i-2(a); 

(/);  1-2 (^j,  -2-2(0;  HW; 


liemidoines,       ^-i,  1-i ;  lieiuioctaliedral,  1, 


3.3 

2  2 


2-4  (^). 


i-l  A  /=::122°  30' 

i-l  A  ^f-2^107  40 
i-l  A  i-i—dO 
i-l  A  1-1=127  5 
^-^  A -2-2  =  130  17 
i-l  A  -1  =  112  50 
^-^  A -1-2  =  101  53 
a  A  14=123  15i 
^4  A  1-2  =  104  5 
ff  A  1-1=105  49* 
1-2  A -1-2  =  156  14 
1-2  A  1-2  =  151  43 
-1  A-1,  front,  =  134 
130  16 
1=123  22 


354 


L0(m)Ai^-if 


20 

l-l  A 
1 


/ 


3  54  A 


1-i,  top,: 
I,  top,: 


143  42 


29'     6>  A  J-i  =  161°  51' 


Cleavage  :  i-i  very  perfect  and  brilliant 
onlv  in  crystals. 


0,  i-l  much  less  distinct.  Found 


IL: 


G.  =  3-098,  Haid.;  3-097,  blue,  froin  Brazil,  Descl.  ;  3-096- 
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3-103,  fr.  Urals,  Kokscli.  Lustre  vitreous,  somewhat  pearly  oh  the  cleavage- 
face.  Colorless,  pale  mountain-green,  passing  into  blue  and  white.  Streak  un- 
colored.  Transparent ;  occasionally  subtransparent.  Fracture  conchoidal. 
Yery  brittle.  Double  refraction  strong  ;  optic-axial  plane  i-i ;  bisectrix 
acute,  positive. 

Comp. — 0.  ratio  for  fie.  j^l,  Si.  H  =  2  :  3  :  4  :  1,  from  Damour's  analysis,  who  first  found  water 
to  be  a  constituent;  whence  (^H^+^fie^  +  ^Al)Bi=: Silica  41-1,  akimina  35-3,  glucina  17-4,  water 
6'2=:100.  Fhiorine  replaces  a  Uttle  of  the  oxj'gen.  Analyses  :  1,  Berzelius  (Schw.  J.,  xxvii.  73); 
2,  Mallet  (Phil.  Mag.,  lY.  v.  127);  3,  Damour  (C.  R.,  xl.  942); 

Si        ^1       Pe     Fe     Be      Ca      Sn     H  F 

1.  43-22    30-56    2*22    21-78    0-70     =98-48  Berzelius. 

2.  44-18    31-87    1  31   21-43    0-35     =99-14  MaUett. 

3.  (1)  41-63    34-07    1*03    16-97   0  14    0  34  6-04  0-38=  100-60  Damour 

Pyr.,  etc. — In  the  closed  tube,  when  strongly  ignited,  B.B.  gives  off  water  (Damour).  B.B.  in 
the  forceps  cracks  and  whitens,  throws  out  points,  and  fuses  at  5-5  to  a  white  enamel.  Becomes 
electric  by  friction,  and,  when  once  excited,  retains  this  property  for  several  hours.  Not  acted 
on  by  acids. 

Obs. — Occurs  in  Brazil,  in  the  mining  district  of  "Villa  Rica,  with  topaz  in  chloritic  schist ;  in 
the  auriferous  sands  of  the  Orenburg  district,  southern  Ural,  near  the  river  Sanarka,  with  topaz, 
corundum,  cyanite,  etc.    One  Ural  crystal  measures  3  in.  by  f  in. 

The  crystallization  of  this  species  is  elaborately  detailed  by  Schabus  in  the  Transactions  of  the 
•Royal  Academy  of  Yienna,  vol.  vi.,  and  by  Kokscharof  in  Pogg.,  ciii.  348,  and  his  Russian  Miu- 
eralogy. 

Euclase  receives  a  high  polish,  but  is  useless  as  an  ornamental  stone  on  account  of  its  brittle- 
ness. 

Named  by  Haiiy  from  n\  easily,  and  /cX/iw,  to  break.  Haiiy  states  that  his  name,  Euclase  was 
published  by  Daubenton  in  an  early  issue  of  his  Tableau  meth.  de  Mineraux  ;  but  the  particular 
edition  of  the  Tableau  (of  which  several  were  issued)  the  author  has  not  been  able  to  learn.  De- 
lametherie,  after  publishing,  in  1792,  the  nanic  and  description,  without  crediting  either  to  Haiiy, 
in  his  Theoriede  la  Terre.  in  1  797,  gives  Haiiy  f^iU  credit. 

First  brought  to  Europe  from  S.  America  by  Dombey,  in  1785. 


327.  DATOLITE.  Datolith  (fr.  Arendal)  Esmark  (undescr.) ;  Karsien  &  Klapr.,  Gehlen's  J.,  vi. 
1806,  Klapr.  Beitr.,  iv.  354,  1807;  Karst,  Tah.,  52,  18(i8.  Datholit  Wern.,  1808.  Datholite 
Brongn.,  Min.,  ii.  397,  1807.  Chaux  boratee  sUiceuse  H.,  Tabl.,  17,  1809.  Esmarkit  Ilausm., 
Haudb.,  862,  1813.  Datohte  Aikin,  Min.,  1815;  Jameson,  ii.  257,  1816.  Borate  of  hme;  Boro- 
silicate  of  lime.    Humboldtite  Levy,  Ann.  Phil.,  II.  v.  130,  1823. 

Botriolit  Hausm.,  v.  Moll's  Efem.,  iv.  393,  1808.  Botryolith  Karsl,  Tab.,  52,  1808.  Chaux 
boratee  siliceusc  var.  concretionnee-mammelonuee  Tabl,  17,  145,  1809.  Faser-datolith  Z,eo«7«., 
Handb.,  590,  1821.  Botryolite. 

Monoclinic.  6'==89°  W^O  (below)  A  i-i,  /A  7=115°  3^  (9  A  1-^  =  102° 
27';  a  :  h  :  ^=049695  :  1  :  1-5712.  Observed  planes:  0  («) ;  vertical,  / 
{(1),  i-i  (c),  i-\  {h,  rare),  i-2  (o),  i-h  (r) ;  clinodonies,  14  (c),  (t),  2-1  (g), 
4-1  {?n)  ;  lieniidomes,  2-i  (y),  -1-i  (ti),  -^-i  (v),  -2-i  (a?),  -S-i  (/),  -4:-i  {(f), 
-Cy-i  {s),  -8-i  (+) ;  hemlpyramids,  f  {k\  1  (/),  i  {I  of  Schroder),  2  {e\  4  {(3), 
-4  (n),  -8  of  S..) ;  -3-3,  -6-3  (,) ;  -4-2  (0) ;  -5-f  {^) ;  -3-f  (za) ;  12-|  (p) ; 
2-2  (A),  -4-^  (b),  -f-^  (^),  8-2  (y). 

6>  A -2-2  =  135°  13'  6>  A  4  =  154°  52'  6>  A  6-3  =  108°  13' 

OA -1-2  =  153  35  6>  A  1  =  141  49  6>  A  4-2  =  121  58 

Oa-6-?  =  108  37  6>  A  2  =  130  23  (9  A  8-^=107  20 

6>  A  1  =  149  33  6*  A -4=113  4  6>  A  7=90  5 


SUB8ILICATES. 
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(9A2-l=rl47  41 
6>  A  4-1=128  19 
/A  2  =  139  32 
/A -4=157  1 

i-i  A  1  =  111 


^-^A7=147°  32' 
i-i  A  '2;-^  =  128  9 
i-i  A  24=90  5 

1-  i  A  4-?  =  90  4 

/A  /,  li-oiit,  =  115  3 

2-  ^  A2-?,ov.  a  =  115  21 


t-^  A  ov.^-^,  =  76°  18' 
4-1  A  4-2,  ov.  6>,  =  76  38 
2  A  2,  adj.,=  131  38 

-2-^  A -4.=:  145  34 
-2-iA  2-?:=134  53 
|AA  adj,=141  14 


Cleavage:  0  distinct.  Also  botryoidal  and  globular,  having  a  cohimnar 
structure  ;  also  divergent  and  radiating  ;  also  massive,  granular  to  compact. 


Toggiana. 


Isle  "Royale. 


H.  =  5 — 5-5.  G.=2'8  — 3;  2-9S9,  Arendal,  Haidinger.  Lustre  vitreous, 
rarely  subresinous  on  a  surface  of  fracture ;  color  white ;  sometimes  gray- 
ish, pale  green,  yellow,  red,  or  amethystine,  rarely  dirty  olive-green  or 
honey-yellow.  Streak  white.  Translucent ;  rarely  opaque  white.  Frac- 
ture uneven,  subconclioidal.  Brittle.  Plane  of  optical  axis  i-i  ;  angle  of 
divergence  very  obtuse  ;  bisectrix  nearly  normal  to  i-i. 


Var.— 1.  Ordinary.  In  crystals,  glassy  in  aspect.  Usual  forms  as  iu  figures.  Crystals  from 
Bergen  Hill,  examined  by  Hessenberg  (Mia.  Not.,  No.  iv.),  similar  to  fig.  355,  but  wanting  0,  -8-2, 
-6-0,  and  having      6- j,  Those  of  Andreasberg  have  the  planes  0,  i-i^  I,  i-2  (these  three 
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quite  small) ;  -l-{,  -4-1,  i-i,  2-i;  2-i,  4-i,  -4,  -8,  2,  ^,  -4-2,  -8-^,  -f^,  2-2,  i-i  (Schroder, 
Pogg.,  xcviii.  34,  and  Dauber,  ib.,  ciii.  116).  Those  of  Toggiana,  as  in  fig.  360,  with  also  z-i, 
t-f,  -8-*',  1-^,  4,  ^,  -6-3,  One  ot  Glen  Farg,  figured  by  Greg  &  Lettsora,  has  the  planes  of  the 

rhombic  prism  /  (d)  very  large,  i-i  (P)  narrow  Unear,  the  clinodomes  A-i  narrow,  and  the  oc* 
tahedral  planes  -4  (small),  ^  (large),  1,  2. 

The  plane  i-i  is  usually  made  0,  and  0,  i-i,  and  4-?,,  /;  but  in  that  case  the  form  is  not  so  simply 
presented  as  in  the  above  figures.  The  angles  of  the  vertical  prisms  /,  i-2  are  very  nearly  identi- 
cal with  those  of  the  clinodomes  2-i,  4-'*.  The  small  letters  added  to  the  crystallographic  symbols 
in  the  list  of  observed  planes  above,  are  the  lettering  of  Brooke  &  Miller  (Min.,  408)  and  of  Dauber. 
The  plane  t,  of  fig.  358,  makes  paraUel  intersections  with  ^  and4-z,  but  not  with  2  and  2-i.  0/\i  = 
14U^  -142°,«-i  A  i=  about  109^''  by  measurement. 

2.  Compact  massive.  White  opaque,  breaking  with  the  surface  of  porcelain  or  Wedgewood 
ware.    G.  =  2-911,  Hayes;  2*983,  Chandler.    From  the  L.  Superior  region  (anal.  8). 

3.  Boiryoidal;  Botryolite.  Radiated  columnar,  having  a  botryoidal  surface,  and  containing  more 
water  than  the  crystals.  The  original  localit}^  of  both  the  crystallized  and  botryoidal  was  Arendal, 
Norway. 

Comp.— 0.  ratio  for  R,  Si,  H=2  :  3  :  4  :  1 ;  (Ca',  H^  B)Si,  in  which  H'  :  CaS  :  B^l  :  2  : 
3  — Silica  37-5,  boric  acid  21-9,  lime  o5  0,  water  5-6  =  2i  0.    For  botryohte,  the  ratio  2:3:4:2. 

Analyses:  1,  Stroraeyer  (Pogg.,  xii.  157);  2,  Du  Menil  (Sehw.  J.,  lii.  364);  3,  4,  Rammels- 
berg  (Pogg.,  xlvii,  175);  5,  Beclii  (Am.  J.  Sci.,  II.  xiv.  6.i);  G,  Tschermak  (Kenng,  Uebers.,  1860, 
57);  7,  Whitney  (Am.  J.  Sci.,  HI.  xv.  4:-!5);  8,  C  F.  Chandler  (ib.,  xxxviii.  13);  9,  A.  A.  Hayes 
(J.  iST.  H.  S.,  Boston,  viii.  62);  lU,  Rammelsberg  (1.  c.j: 


1. 

Datoliie,  Andreasberg 

Si 
37-36 

B 
21-26 

Ca 
35-67 

2. 

38-51 

21-34 

35-59 

3. 

U  11 

38-48 

20-31 

35-64 

4. 

"  Arendal 

37-G5 

21-24 

35-41 

5. 

Mt.  Caporciano 

37-50 

22-03 

35-34 

6. 

Toggiana 

3&-2 

[21-2] 

34-9 

7. 

I.  Royale,  Datolite 

37-64 

[21-88] 

34-68 

8. 

It.  Superior,  white 

37-41 

[21-40J 

35-11 

9. 

"  (1)38-12 

22-40 

33-23 

10.  Areudal,  Botryolite 

36-08 

19-34 

35-22 

H 

5-71  =  100  Stromeyer. 

4-  60=100-14  Du  Menil. 

5-  57  =  100  Rammelsberg. 
5-70=  1(>0  Rammelsberg. 

1-56,  Al  (1-85,  Mg  2-12  =  99-41  Bechi. 

5-7  =  100  Tschermak. 

5-80,  Mn  <r.  =  100  Whitney. 

5-73,  Al,  Pe  0-35  =  100  Chandler. 

H-97,  Al,  FeO-52,  Ou  O-i'4,  q'tz  1-94=99-72  H. 

8-63=99-27  Rammelsberg, 


Pyr.,  etc. — In  the  closed  tube  gives  off  much  water.  B.B.  fuses  at  2  with  intumescence  to  a 
clear  glass,  coloring  the  flame  bright  green.    Gelatinizes  with  muriatic  acid. 

Obs. — DatoUte  is  found  in  trappean  rocks;  also  in  gneiss,  dioryte,  and  serpentine;  in  me- 
tallic vems  ;  sometimes  also  in  beds  of  iron  ore.  Found  in  Scotland,  in  trap,  at  Kilpatrick  Hills, 
Glen  Farg  in  Perthshire,  and  in  Salisbury  Craigs ;  in  a  bed  of  magnetite  at  Arendal  in  Norway, 
and  in  Ut  j  in  Sweden ;  at  Andreasberg,  in  veins  of  silver  ores,  in  argillaceous  schist,  with  apo- 
phyllite,  etc. ;  at  Niederkirchen  and  Sonthofen  in  Bavaria  (the  humboldlite) ;  in  granite  at  Baveno 
near  Lago  Maggiore,  one  crj-stal  from  which  place  measured  4.V  x  3i[  x  1-^  inches;  at  the  Seisser 
Alp,  Tyrol,  and  also  at  Theiss,  near  Claussen;  at  Mt.  Catini,  Tuscany,  in  gabbro;  at  Toggiana 
in  Modena,  in  serpentine ;  in  dioryte,  on  the  Ros.-;kopf,  near  Freiburg,  in  Brisgau. 

Datolite  occurs  crystaUized  and  massive  at  the  Rocky  Hill  quarry,  Hartford.  Conn.,  in  the 
north-east  part  of  Southington,  near  Mr.  Hamlen's,  in  amygdaloid,  both  in  crystals,  fibrous,  and 
massive;  also  in  Berlin,  near  Kensington;  in  the  north-west  part  of  Meriden  and  at  Middle- 
field  Falls,  Conn;  in  better  specimens  at  Roaring  Brook,  14  miles  from  New  Haven,  where  the 
crystals  (f  355-356)  are  sometimes  half  an  inch  long,  and  nearly  pellucid;  the  author  obtained 
from  a  transparent  crystal  of  this  locality  /  a  /=  115^  12',  giving  by  calculation  for  i-2  A  i--2  76° 
28';  the  plane  s  is  not  quite  even,  and  is  often  unpolished;  in  N.  Jersey,  at  Bergen  HiU,  in 
splendid  crystals ;  in  trappean  rocks,  both  crystals  and  the  opaque  white  compact  variety  (ar  al. 
8j,  in  the  Lake  Superior  region,  at  the  J^iinnesota,  Quincy,  Marquette,  Ash-bed,  and  other 
mines ;  at  the  Superior  mine  near  Ontonagon,  and  on  Isle  Royale. 

Named  from  (uiTtnjuu,  to  divide,  alluding  to  tlie  granular  structure  of  a  massive  variety.  Werner 
introduced  an  h  after  the  first  t  without  reason,  and  most  subsequent  authors  have  followed  him 
in  this;  but  not  Karsten,  nor  Leonhard  who  pronounced  it  wrong,  nor  Haidinger,  Aikin,  Jame- 
son, and  others. 

Levy  gave  the  name  humholdtite  to  crystals  which  he  found  to  be  monoclinic,  datolite  having 
been  made  orthorhombic  by  Haiiy.    WoUaston  proved  their  identity  with  datolite. 
Alt. — HaytoriLe  is  datolite  altered  to  chalcedonv. 
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328.  GUARINITE.    Guiscardi,  ZS.  G.,  x.  14,  1858. 

Tetragonal.  6>  A  l-^=159°  3S' ;  a=0-Sn2. 
Observed  planes  as  in  the  fio^ure.  0  A  24= 
1J:3°  33',  i-i  A  l-^=:110°  22',  f  ^  A  2-^  =  12G°  27^ 
^-^  A  ^-2  =  153°  26',  A  ^-3=161°  27'.  In  thin 
tables ;  Hg.  362  a  top  view ;  phmes  i-i  sometimes 
wanting ;  1-i  and  2-^  observed  in  only  one  of 
the  two  zones.  Cleavage  parallel  to  i-i,  rather  ^7 
imperfect. 

H.  =  ().  G.=:34S7.  Lustre  of  cleavage-face 
somewhat  adamantine.  Color  sulphnr-yellow, 
honey-yellow,  pale  or  dark.  Streak  uncolored, 
or  whitish-grav.    Transparent  to  translucent. 

Oomp.— (Ca-fTi)  Si,  same  as  for  titanite.   Analysis  by  Guiscardi  (1.  c):  Si  33-6i,  Ti  33-92.  Ca 
28*01,  Pe,  Mn  it\    The  compound  is  consequently  diuiorphous. 
Pyr.,  etc. — The  same  as  in  titanite. 

Obs. — Found  in  small  cavities  in  a  grayish  trachyte,  on  Monte  Somma,  along  with  glassy  feld- 
spar and  nephehte.  The  mass  of  the  trachyte  is  rich  in  glassy  feldspar,  hornblende,  and  melanite. 
In  one  case  in  the  common  rock  of  Somma,  consisting  of  feldspar  and  nephelite,  and  here  along 
with  sphene. 

As  titanic  acid  itself  is  trimorphous,  it  is  not  strange  that  a  compound  containing  it  should  be 
dimorphous. 

329.  TITANITE.  Xouv.  substance  minerale  (fr.  Chamouni)  Pldet,  J.  de  Phys.,  xxxi.  368, 
1787  ;=Pictite  Belameth.,  T.  T.,  ii.  282,  1797.  Titanit  (fr.  Passau)  Klaj>r.,  Beitr.,  I  245,  1795  ; 
=Titaue  siliceo-calcaire  Daubtnton,  Tabl.,  1799,  H..  Tr.,  iv.  ISOl  ;=Braun  Manakerz  Wern.,  Min. 
Syst.,  1808,  Leonh.  Tasch.,  iii.  311,  1809.  Schorl  rayonnante  en  gouttiere  [or  channelled  Actin- 
olite,  the  cryst.  being  tuins  with  a  reent.  angle]  Saussure,  Toy.  Alpes,  iv.  103,  1796;  =  Sphene 
K,  Tr.,  iii.  1801  ;  =  Gelb  Menakerz  Wern.,  1808,  1.  e. 

Semeline  (fr.  Marone,  Dauphiny)  Fl.  de  Bellevue,  J.  de  Phys.,^  h.  443,  1800.  Spinthere  K,  Tr., 
iv.  1801. 

Ligurite  (fr.  Stura,  Apennines  (Liguria))  Vivia?!},  Mem.  Acc.  Sci.  Geneva,  iii.,  J.  de  Phys., 
Ixxvii.  23fi,  1818.  Greenovite  (fr.  St.  Marcel)  Duf.,  Ann.  d.  M.,  111.  xvii.  529,  1840.  Lederite 
Shejx,  Am.  J.  Sci.,  xxxix.  357,  1840.    Aspidehte  Weibye.  ' 

Monoclinic.    (7=60^  17'=  (9  A        I A  31',  0  A  l-zr=159°  39'; 

a  :  h  :  c=0-56586  :  1  :  1*3251.     Observed  planes:   0;  vertical,  i-i,  i-\,  /, 
i-Z  ;  clinodomes,  2-1,  4-^,  ^-i  ;  hemidomes,  -^-i  (or  \^-i),  -2-i,  -b-i,  4-z, 
1-z,  2-i ;  hemioctahedral,  i,  f ,  1,  -1,  2,  -2,  -t,  -4  ;  1-2,  2-2,  -4-2  ;  -3-3  ;  f-| ; 

3_3.    1.9    _3.6    Q.b    3..X5  17. 

0{ij)  A  i-i( P)  =  ur  63' 
6>(V)  A  l-;^.rj=I59 

A  4-^.5)=  123  59 
6>(?/)  A/(r)=lU  30 
O(ij)  A  1(2)= 154  19 
OQ/)  A  2(n)  =  ll:l  44 
0(1/)  A -l{l)  =  ld9  26 
0{y)  A  -2(^)  =  109  37 
1(2)  A  1(^)  =  149  43 
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2{?i)A-2{t),  ov.  Z  =  10S^  39' 

2(7l)A7(/')=rz:152  46 

2(?4  A?-/(7')=144  56 
2(?i)  A  2(7t)=i:36  12 
-1(/)  A-1(Q=133  52 
-2(4  A-2(2^)  =  110  52 

-4  A -4=106  2 
2-2(^)  A  2-2(^^)=157  16  ' 
l-2(w)  A  l-2(i6')=164  36 
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OXYGEN  COiyiPOOTDS. 


Cleavage :  /  sometimes  nearly  perfect ;  i-i  and  -1  much  less  so  ;  rarely 
(in  greenovite)  2  easy,  -2  less  so ;  sometimes  hemimorpliic  (f.  372). 
Twins :  compusition-face  and  twinned  either  {a)  by  revolution  on  an 
axis  normal  to  i-i^  or  (b)  on  a  vertical  axis  ;  the  former  very  common,  and 
usually  producing  thin  tables  with  a  reentering  angle  along  one  side ;  some- 
times elongated,  as  in  f.  373  ;  occasionally  in  double  twins,  or  fours,  as 
would  be  represented  by  two  f.  373  united  back  to  back.  Sometimes  mas- 
sive, compact ;  rarely  lamellar. 

H.=:5— 5'5.  G.=3"4— 3*56.  Lustre  adamantine — resinous.  Color 
brown,  gray,  yellow,  green,  and  black.  Streak  white,  slightly  reddish  in 
greenovite.  Transparent — opaque.  Brittle.  Optic-axial  plane  i-\ ;  bisec- 
trix positive,  very  closely  normal  to  1-i  {x)  ;  double  refraction  strong ; 
axial  divergence  53°-56°  for  the  red  rays,  46°-45°  for  the  blue ;  Descl. 

Comp.,  Var.— (Ca+Ti)  Si,  which  is  equivalent  to  K  Si  (since  R  0+R  0''=R''0');  it  being  a 
3  :  2  silicate,  like  andalusite,  hwt  one  in  which  titanium  forms  part  of  the  base. 

Var.  1.  Ordinary,  (a)  TUanite ;  brown  to  black,  the  orighial  being  thus  colored,  also  opaque  or 
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siibtran?luceut.  (b)  Spliene  (named  from  (r^^if,  a  wedge);  of  light  shades,  as  yellow,  greenish,  etc., 
aud  often  translucent ;  the  original  was  yellow. 
Ligurite  was  an  apple-green  sphene;   SpinViere  (or  Semeline)  a  greenish;  named  spintJiere 


372 


371 


Rcthenkopf. 


Schwarzenstein. 

Lederite, 


from  its  lustre,  and  semeline  from  semen  lini,  flax-seed,  alluding  to  a  common  form 
brown,  opaque,  or  subtranslucent,  of  the  form  in  f.  869. 

2.  Manganeslart ;  Greenof  ite.    Red  or  rose-colored,  owing  to  the  presence  of  a  little  manganese. 

3.  In  the  crystals  there  is  a  great  diversity  of  form,  arising  from  an  elongation  or  not  into  a 
prism,  aud  from  the  occurrence  of  the  elongation  in  the  direction  of  different  diameters  of  the 
fundamental  form,  (a)  Long  prismatic  in  the  direction  of  the  prism  I.  f.  367  of  spinthere. 
from  Dauphiny;  short  prismatic,  in  the  same  direction,  f  369,  lederite,  from  northern  Xew  York; 
(f)  oblong  prismatic  in  the  direction  of  the  edge  2  /  2,  very  common,  f.  363-365  ;  (d)  in  tlie  direction 
of  the  edge  -1  /  -1,  f.  368  (from  Xaumann);  e  in  the  direction  of  the  prism  4-?,  f.  371,  pictue,  and 
f.  373  twin  from  Schwarzenstein;  (/)  not  elongated,  of  which  f.  36h  is  one  example  among  many 
widely  different.  Besides  these  there  are  (g)  hemimorphic  forms,  as  in  f.  37  2,  the  planes  of  the 
opposite  extremities  of  the  crystal  oeing  unlike. 

Analyses:  1,  Klaproth  (Beitr.,  i.  24  5);  2,  3.  Rosales  and  Brooks  (Pogg.,  Ixii.  25:^);  4,  Fuchs, 
(Ann.  Ch.  Pharm.,  xlvi.  319);  5.  H.  Rose  (Pogg.,  Mi.  253) ;  6,  Marignac  (Ann.  Ch.  Phys.,  III. 
xiv.  47);  7,  Delesse  (Ann  d.  Mines,  IT.  vL  325);  8,  T.  S.  Hunt  (Am.  J.  Sci.,  II.  xv.  442);  9, 
Arppe  (Anal.  Finske  Min..  34) : 

Ca 

33     =101  Klaproth. 
25-00,  Fe  3-93=  102-1 2  Brooks. 
22-25.  Fe  5-06=:99  43  Resales. 
24-18  =  99  91  Fuchs;  G  =3-44. 
26  61,  Fe  0-96=101-44  Rose;  G.  =  3-535. 

27-  65,  Fe  0-76,  Mn  0  76=  100  Marignac. 
24-3,  Mn  3-6=lu0-3  Delesse. 

28-  31,  ign.  0-40  =  100-54  Huut ;  a  =  3-5. 
21-76.  Fe  0-75,  Mg  0-08.^1 1-05,  ign.  0-38  =  98-62  A. 


Si 

Ti 

1.  Passau,  hn. 

35 

33 

2. 

30-63 

42-56 

3. 

Arendal.  hn. 

31-20 

40-92 

4. 

Schwarzenstein.  yiu. 

32-52 

43-21 

5. 

Zillerthal,  yivTi.  gn. 

32-29 

41-58 

6. 

Piedmont,  Greenoiiie 

32-26 

38-57 

7. 

30-4 

42-0 

8. 

G-renville.  Lederite 

31-83 

40-00 

9 

Frugard,  Finl,  bn. 

31-03 

43-57 

-B.B.  some  varieties  change  color,  becoming  yellow,  and  fuse  at  3  with  intu- 
a  yellow,  brown,  or  black  glass.     "With  borax  they  afford  a  clear  yellomsh- 


Pyr.,  etc- 

raescence,  to 

green  glass.  Imperfectly  soluble  in  heated  muriatic  acid ;  and  if  the  solution  be  concentrated 
alon^-  with  tin,  it  becomes  of  a  fine  violet  color.  "With  salt  of  phosphorus  in  R.F.  gives  a  violet 
bead  ;  varieties  containing  much  iron  require  to  be  treated  with  the  flux  on  charcoal  with  metal- 
lic tin.    Completely  decomposed  by  sulphuric  and  fluohydric  acids, 

Obs. — Titanite  occurs  in  imbedded  crystals,  in  granite,  gneiss,  mica  schist,  syenite,  chlorite 
schist,  and  granular  limestone  ;  also  in  beds  of  iron  ore.  and  volcanic  rocks,  and  often  associated 
with  pyroxene,  hornblende,  chlorite,  scapolite,  zircon,  etc.     Found  in  complicated  compound 

25 
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crystals  of  a  pale  greeu  color  and  transparent,  in  the  Grisons,  Switzerland,  associated  with 
teldspar  and  tlilotite  ;  in  mica  slate  at  St  Gothard  ;  ako  at  Mont  Blanc,  and  elsewhere,  in  the 
Alps;  on  crystals  ofcalcite  at  Chalanclies  and  Maromme,  in  Danphiny  ^tlie  njnnthere  H.);  in  small 
reddish  crystals  in  the  protogine  of  Pormenaz  and  Chamouni  [pidiie  Saus.);  in  large,  broad,  yel- 
lowish or  reddish-green  crystals,  with  colorless  apatite,  in  a  taloose  schist  at  Ala,  Piedmont 
(ligiiriie)  ;  iti  pale  yellowish-green  transparent  or  translucent  crystals,  laceolate  in  form,  lining 
fissures  in  titanic  iron  at  Arendal,  in  Norw  ay  [asjJideliic  AVeibye);  at  Achmatovsk,  Urals  ;  at  St. 
Marcel,  in  Piedmont,  with  manganesian  epidote  and  romeiue  {gnenooite  Duf.,  anah  6,  7)  ;  at  Val. 
Maggia,  Piedmont;  at  Schwarzen stein,  lyrol;  at  Felberthal  in  Pinzgau;  at  Frugard,  in  Finland, 
ol"  a  brownish-black  color  (anal  9\  Small  crj-stals  occnr  in  syenite  at  Strontian  in  Argyleshire, 
near  Crifiel  in  Galloway;  at  Craig  Cailleach  in  Perthshire;  in  Inverness;  near  Tavistock :  near 
Tremadoc,  in  North  ^Vales,  with  brookite :  at  Crow  Hill,  near  Newry,  Ireland. 

Occasionally  it  is  found  among  volcanic  rocks,-  as  at  Lake  Laach  {semeline  of  F.  de  Bellevue), 
and  at  Andernach  on  tht'  Rhine. 

Occurs  in  Canada  at  Grenville,  Elmsley,  Burgess,  and  Grand  Calumet  Island,  in  amber-colored 
crystals ;  in  the  trachytes  of  Yamaska,  Sheff'ord,  and  Brome  Mt=!.  In  J/ame,  in  fine  crystals 
atSanford,  also  at  Thurston,  in  Mass. ^  good  crystals  in  gneiss,  in  the  east  part  of  Lee;  at  Bolton 
with  pyroxene  and  scapoUte  in  limestone  ;  at  Pelham.  In  Conn.,  at  Trumbull.  In  N.  York,  at  Roger's 
Rock  on  Lake  George,  abundant  in  smaU  brown  crystals,  along  with  graphite  and  pyroxene  ;  at 
Gouverneur,  in  black  crystals  in  granular  limestone  with  scapolite :  in  Diana  near  Natural  Bridge. 
Lewis  Co..  in  dark  bro^\'u  crystals,  among  which  is  the  variety  kderite  (f.  ;S69),  in  which  cleavage 
is  distinct  parallel  to  7;  the  crystals  are  sometimes  nearly  tliree  inches  square;  at  Rossie,  St. 
Lawrence  Co..  in  pale  red  and  browu  crystals  with  apatite,  pargasite,  and  feldspar;  in  Macomb  near 
Pleasant  Lake ;  in  Orange  Co..  in  large  crystals  abundant  in  liaiestone,  near  Duck-cedar  pond,  in 
the  town  of  ^v.onroe;  near  Edcnville,  in  light  brown  crystals,  sometimes  nearly  two  inches  across, 
in  limestone  ;  five  miles  soulh  of  Warwick,  in  large  grayish-brown  crystals,  with  zircon,  horn- 
V)lende,  and  iron  ore ;  also  in  small  crystals  a  mhe  south  of  ximity;  in  Westchester  Co.,  near 
Peekskill,  in  an  aggregate  of  feldspar,  quartz,  and  hornblende;  also  near  West  Farms,  in  small 
reddish-brown  prisms.  In  N.  Jersey,  at  Franklin,  of  a  honey-yehow  color.  In  Perm.,  Bucks  Co., 
three  miles  we.'^t  of  Attleboro",  associated  with  tabular  spar  and  graphite. 

The  crystallization  was  first  clearly  made  out  by  G.  Rose  in  1821.  For  recent  observations 
see  IL  k  M.  Min. ;  Descl.  Min. ;  Hesseiiberg  Min.  Not.,  Nos.  i.  to  vii ;  v.  Rath.,  Pogg.,  cxv. 
466.  Breithaupt  states  that  much  spheiie  is  triclinic  (Handb.,  ii.  744,  B.  H.  Ztg.,  xxv.  107).  Fig. 
87"  above  is  ideal,  being  intended  to  exhibit  the  relative  positions  of  the  planes  on  the  fundamental 
prism,  and  the  letters  used  on  the  planes  by  authors,  as  well  as  the  symbols.  Fig.  368  is  from 
Naumaun,  drawn  alter  his  view  of  the  fundamental  form  ;  and  tig.  373  (^from  Plessenberg)  is  snni- 
lar  ill  this  respect,  but  a  side  view. 

Alt. — Sphene  occurs  of  little  hardness,  dull  in  lustre,  and  hydrated  from  alteration.  Crystals 
of  this  kind,  found  in  a  decomposing  feldspar,  with  zircon  at  Green  River,  Henderson  Co..  N.  C , 
have  been  named  uy  C.  U.  Shepard  (Am.  J.  Sci.,  xxn.  96.  1856)  Xaathdane.  Color  pale  yellowish- 
while ;  1I.=:3"6;  (t.  =  ^*T  — ;vO,  and  stated  to  contain  12*5  p.  c.  of  water.  Also  occurs  altered  to 
steatite. 

Artif. — Formed^  in  crystals  by  heating  together  3  Si,  4  Ti,  and  chlorid  of  caJcium,  the  composi- 
tion of  them  (f)  Si  3u-5,  'ii  4  1-7,  Oa  27-8=lU0;  and  the  manganesian  (greeuovite)  by  aciding 
chlorid  of  manganese  (Ilautefeuilie). 

330.  Grothite  Dana.  (Titanite  P.  Groth,  Jahrb.  Min.,  1866,  44.)  P.  Groth  has  shown  that  the  ti- 
tanite-like  mineral,  from  the  syenite  of  Plauen  Grund  near  Dresden,  differs  in  composition  and 
cleavage  irom  ordinary  sphene.  The  form  is  monocliuic  in  habit,  being  somewhat  like  f.  368  and 
367  ;  but  there  is  distinct  cleavage  parallel  to  one  2,  and  little  distinct  parallel  to  the  other.  The 
angles  are  2  A  2=136  ;  2  on  l-i=155"  19'  to  156°  20';  \-i  on  i-/ about  162'.  H.  =  6  5.  G.= 
3  bi — 3-60.  Lustre  vitreous  to  greasy.  Color  clove  to  blackish-brown;  in  thin  splinters  reddish- 
brown  and  translucent.    The  altered  mineral  is  isabella-yellow  to  pale  3'ellowish-brown. 

(Composition  according  to  Groth  (L  c):  (^)  Si  :s0-51,  Ti  3L'1(),  i?e  5-8.J,  Al,  Y  2  44,  Isin  1*02,  Ca 
31o4=192-30.  It  gives  the  0.  ratio  for  R,  Ti,  Si,  8-95  :  3  23  :  12-16  :  16-lo,  or  for  bases  (Ti 
included)  to  silica,  24-34  :  1 6- 1 5  =  3  :  2.  The  general  forniula  is  therefore  (S^  K^,  ft)  Si.  The  analy- 
sis corresponds  very  nearly  to  8  Si,  6  Ti,  1  R,  9  (Ca  Mn).  It  is  therefore  a  titanite  in  which 
one-half  of  the  bases  consists  of  3  (V+ 1  (3Pe,  ^1\  If  not  a  result  of  alteration,  and  the  char- 
acter of  the  cleavage  is  a  constant  one,  it  should  rank  as  a  distinct  species. 

Castellitb.  Castellit  Breiih.,  B.  H.  Ztg.,  xxv  Ip:,  1866.  Monoclinic.  In  very  small  and  ex 
ceedingly  thin  8-sided  tables,  having  for  the  angles  of  the  rhombic  prism  118°  and  62°.  Cleavage  ; 
prismatic?  II.  =  5-5— 6.  G.=:3-150.  Lustre  vitreous,  somewhat  adamantine.  Color  w4ne-yel- 
low  to  wax-yeUow;  streak  colorless.  Fragile. 

According  to  Plattner  it  acts  B.B.  like  titanite,  giving  evidence  of  the  presence  of  titanic  acid, 
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lime,  and  silica,  but  with  less  of  the  first  and  more  of  the  last  than  in  sphene.  Occurs  in  the 
phouolite  of  Ilolenkluk  Mtu.,  near  Probosclit,  and  in  that  of  Sollodiz — a  rock  containing  also  sani- 
diu,  hornblende,  augiie,  ilmenite,  and  apatite. 


331.  KEILHAUITE. 


355,  1844.  Yttrotitanil 


122°,  /A/=1U= 


374 


Keilhauit  A.  Erdmann,  Ak,   H.  Stockh., 
Scheerer^  Vogg.,  Ixiii.  459,  1844. 

Monoclinic,  and  near  spliene  in  angles.  C—ONi-i 
(calc.  from  /  A  i-i)  (fig.  374)  ;  /  A  i-i— 
UT°,  6>A2=rU3°  30',  /A2:=153°  30', 
-2  A-l  =  149°,  ^'-^  A  2-^=125°,  from  mea- 
sm-ements  with  the  common  2;oniometer 
by  D.  Forbes;  6>  A 26',  and 
6  A  -1  =  140°  42',  from  calculations  by 
Ilansteen  ;  faces  of  the  crystals  rather 
rough.     Twins  very  common :  plane 

of  com]~)osition  i-i  (fig.  375).    Cleav^age  ^^^^^^^^C^--^  'ti^^^hJ^^^ 

quite  distinct,  parallel  to  2. 

H.  =  (3-5.  G.  =  3-519  to  3-72,  D.  Forbes  ;  3-G9,  Scheerer  ;  3-716— 3-733, 
Kammelsberg.  Lustre  vitreous  to  resinous.  Brownish-black ;  in  splin- 
ters brownisli-red  and  translucent ;  also  dull  brown,  and  pale  grayish- 
brown.    Streak-powder  grayish-brown  to  pale  dirty  yellow. 

Comp. — (il^,  R^,  S)Si,  having,  hke  sphene,  titanium  among  the  basic  metals;  but  containing  the 
sesquioxyd  alumina,  and  traces  of  glucina,  and,  besides  lime,  the  protoxyds,  yttria,  protoxyd  of  iron, 
etc. 

Analyses:  1,  2,  Erdmann  (1.  c);  3,  D.  Forbes  (Edinb.  K  Phil.  J.,  II.,  i.  62,  and  iii.) ;  4,  5, 
Rammelsberg(Pogg.,  cvi.  290): 


Si 

Ti 

Al  Mu 

1. 

30-00 

29-01 

6-09      6-35  0-67 

2. 

29-45 

2814 

5-90      6-48  0-86 

8. 

31-33 

28-04 

8-03  re6-87  Mn  0-28 

4. 

Massive 

29-48 

26  67 

5-45      6-75  tr. 

5, 

Cryst. 

28-50 

27-04 

6-24     5-90  tr. 

€e  ]5e 


0-32    18-92    9-62  =  100-98  Erdmann. 

0-63    18-68    9-74=99-88  Erdmann. 

  0-52    19-56    4-78  =  99-41  D.  Forbes. 

  20-29    8-16,  Mg  0-94,  K  O-GO,  ign. 

0-54=98-88  Ramm. 

 17-15  12-08,  Mg   tr.,  ign.  3-59  = 

100-50  Ramm. 

Rammelsberg's  analyses  afford  for  the  oxygen  ratio  between  silica  and  the  other  ingredients, 
anal.  4,  15-72  :  22-94  =  2  :  3,  and  anal  5,  15-20  :  22-71  =  2  :  8;  conforming  to  the  other  analyses 
in  the  fundamental  ratio  of  the  species. 

Pyr.,  etc. — B.B.  fuses  with  intumescence  easily  to  a  black  shining  glass.  Yields  an  iron-col- 
ored glass  with  borax,  which  in  the  inner  flame  becomes  blood-red.  With  salt  of  phosphorus 
gives  an  iron  color  and  a  silica  skeleton,  and  in  the  inner  flame  a  violet  bead.  Reaction  of  man- 
ganese with  soda.    Decomposed  by  muriatic  acid. 

Obs. — Occurs  near  Arendal,  Norway ;  at  Buoe,  Arkeroe,  Alve,  and  Narrestoe.  in  a  feld- 
spathic  rock,  both  in  crj^stals  and  massive.  Crystals  weighing  2^  lbs.,  and  masses  of  15  to  20  lbs., 
are  mentioned  by  Forbes.  A  dull  brown  massive  kind  from  Alve  gave  G.  =  3-72;  and  a  pale 
grayish-brown  S-G()3  ;  a  specimen  from  near  Narrestoe,  Gr.  =  3-519.  The  Alve  keilhauite  has  two 
cleavages  inclined  to  one  another  138°  (Forbes  &  Dahl,  Nyt.  Mag.  f.  Nat.,  xiii.).  Also  from 
Snarum,  Norway. 

Named  after  Prof.  Keilhau  of  Norway. 


332.  TSCHSFFKINITE.    ?  Mineral  de  Coromandel  Bend.,  Tr.,  ii.  652,  1832.  Tschewkinit 

G.  Rose,  Reis.  Ural,  ii.  1889. 

Massive,  amorphous. 

H.  =  5— 5-5.  G.=:4-508— l:-.51:9,G.Kose;  4-5296,  H.  Rose ;  after  heating, 
in  powder,  4-615  ;  after  fusion,  4*717.  Lustre  vitreous.  Color  velvet-black. 
Streak  dark  brown.    Subtranslucent  to  opaque. 
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OXYGEN  COMPOUNDS. 


Comp. — Essentially  (R^  kI,  li)  Si,  for  the  Ural  tscheflFkinite,  as  in  keilhauite.  Analyses:  1, 
11.  Rose  (Pogg.,  Lxii.  591) ;  2,  Hermann  (Bull.  Soc.  Nat.  Moscou,  xxxix.  57) ;  8,  Beudaut  (Tr.,  1.  c.) , 
4.  A.  Damour  (Bull.  G.  Fr.,  xix.  550,  1862): 


Si  Ti 
1.  Ural  (1)21-04  20-17 


Th     U  Fe 

 11-21 

2.     '•       20-68  16-07  20*91  2-50      9  17 

y.  Africa  19-0     S-0  3Pl9-0  Ml-2   

4.     "       19-03  20-86      7-96  0-38   


Sin   Y  Ce,La,Di  Mg  Ca  E:,Na 

0-53    4509    0-22  3-50  0-12 

0-75  3-45    22-80    3-25   

36-0    8  0   


38-38    0-27  4-40 


H 

 =101-88  R. 

0-  42  =  100  Herm. 
11-0=102-2  Beud. 

1-  30  =  100-30  D. 


Hermann  showed  that  the  mineral  contained  thoria,  and  that  Rose  had  included  it  in  his  titanic 
acid  and  oxyd  of  cerium;  his  0.  ratio  for  R  (including  the  thoria),  Ti,  Si  is  10  44  :  6-38  :  10-92  = 
15  :  9  :  16,  and  hence  for  R  +  R,  Si,  3  :  2,  whence  the  above  formula.  Rose's  analysis  corresponda 
to  the  same  general  formula. 

a.  The  Coromandel  mineral,  referred  here  by  Damour,  affords,  according  to  him,  the  0.  ratio  for 
R  +  S  +  R,  Si=2  :  1 ;  and  for  R,  ^,  R=2 :  1  :  2  ;  whence  the  formula  (|  R'+i  R^)^  Sil 
The  alumina  is  left  out  of  consideration  as  an  impurity.  But  including  it,  the  0.  ratio  for  bases 
and  silica  is  20'65  to  lU-14,  sustaining  stiU  better  the  ratio  2:1.  Damour  has  made  a  new 
examination  of  the  mineral,  and  directly  ascertained  the  absence  of  thorium  (letter  to  the  author  of 
April  24,  1867);  he  further  observes  that  a  httle  Di  and  La  are  probably  present  with  the  Ce. 
Descloizeaux  states  that  the  mineral  is  not  homogeneous,  it  consisting  of  a  brown  material  not 
acting  on  polarized  light,  and  small  colorless  grains  which  are  strongly  doubly  refracting.  The 
mineral  has  H.  =  5-5  — 6 ;  (x.=4-26;  lustre  vitreous,  iuchning  to  resinous ;  color  brownish-black  ; 
siibtranslucent. 

Pyr.,  etc. — B.B.  glows,  then  intumesces  strongly,  becomes  brown,  and  fuses  to  a  black  glass, 
(jives  with  the  fluxes  reactions  for  iron,  manganese,  and  titanic  acid.  Gelatinizes  with  muriatic 
acid.  The  Coromandel  mineral  in  a  closed  tube  yields  a  little  water.  B.B.  fuses  with  intumes- 
cence to  a  black  scoria,  feebl}^  magnetic.  With  salt  of  phosphorus  it  gives  in  R.F.  a  paSe  brown 
glass,  opaline,  which  becomes  milky  in  the  O.F.  With  borax  it  aftbrds  a  hyacinth-brown  glass, 
transparent  in  the  R.F.  and  pale  brown  and  opaque  in  the  O.F.  Attacked  readily  by  nitric  acid, 
especially  if  heated,  depositing  gelatinous  silica  mixed  with  titanic  acid  and  black  grains  of 
titanic  iron. 

Obs. — From  the  Ilraen  Mountains  in  the  Urals  ;  only  a  few  specimens  have  been  found.  The 
tsclieffkinite  in  collections  is  mostly  uralorthite,  wliich  it  much  resembles.  Also  from  the  coast 
of  Coromandel,  whence  it  was  long  since  brought  by  Leschenault. 

Named  after  the  Russian  general,  Tschevkin. 

333.  STAUROLITE.  Pierres  de  croix  de  Bohien,  N.  idees  sur  la  format,  d.  Foss.,  109,  1751 
(with  figs. ).  Basaltes  crystallisatus  pt.  Cronst  (the  specimen  a  cross  of  two  brown  G-sided 
crystals,  worn  as  an  amulet  at  baptisms  in  Basel,  and  called  Lapis  crucifer,  and  Easier  Taiifslein\ 
Min.,  70,  1758.  Schorl  cruciforme  pt.,  Pierres  de  croix,  de  Lisle,  Crist.,  1772,  1783  (with  figs.). 
Staurolite  Delameth.,  Sciagr.,  i.  298,  1792.  Grenatite  (fr.  St.  Gothard),  Saussure,  Voy.  Alpes, 
§  1900,  1796.    Granatite.    Staurohth  Karst,  Tab.,  22,  1800.    Staurotide Tr.,  iii  1801. 

Orthorhombic.  I A  7=129°  20',  0  A  1-1=124°  46' ;  a:h:  ^=14406  ; 
1  :  2-11233.    Observed  planes  :  0  ;  vertical,  I,  i-i ;  dome,  l-^. 

0  A  l-z=124°  46' 
0  A  7=90 
0  A  a==90 
lAi-i  =  llo  17 
0  A  f-z,  comp.-face,=134  21 
OA  §4        "       =119  23 
7A7,meas.,  128  30-129  30 


e*3 


Cleavage :  i-i  distinct,  but 
interrupted ;  Z  in  traces. 

Twins  cruciform :  1,  composition-face  f-i  (f.  377) ;  2,  composition-face  |-| 


SUBSILICATES. 


38S 


(f.  378).  [Making  and  f-f  the  planes  l-^  and  1,  on  tlie  ground  that  twinnini^ 
nsually  takes  place  parallel  to  the  liindaniental  or  diagonal  planes  of  crystals, 
then  1  above  is  ^-f,  and  the  true  yA/=109^  14',  whence  a'  :h'  \  c  — 

1-  4406  :  1  :  1-4082  (=|- c).]  Crystals  often  with  rough  surfaces.  Massi\  e 
forms  unobserved. 

H.  =  7—7-5.  G.  =  3-4— 3-8.  Subvitreous,  inclining  to  resinous.  Color 
dark  reddish-brown  to  brownish-black,  and  yellowish-brown.  Streak  uncol- 
ored  to  grayish.  Translucent — nearly  or  quite  opaque.  Fracture  conclioi- 
dal.    Optic-axial  plane  i-l  \  bisectrix  positive,  normal  to  0. 

Comp.,  Var.— 0.  ratio  for  R(  +  H),  R,    =  l  :  4  :  2|;  for  bases  and  silica  2:1;  whence 
-l-^Al)''  Si^=  (if  3  E  =  jn-^  t  Mg  +  JFe)  Silica  28-3,  alumina  51*7,  protcxvd  of  iron  15-8,  magnesia 

2-  5,  water  1-7  =  100.  Excluding  the  water,  the  formula  may  be  (i^e^,  Al)^  Si" +  y  Si,  equivalent 
to  a  2  :  1  silicate  containing  a  little  (3[g.  Fe)-Si  (chrj'solite) ;  or  (Fe^,  Al)' Si^  + -j^^  (R'\  Al)  Si,  that 
is,  the  same  2  :  1  silicate  with  a  little  gelilenite. 

The  early  analysts  made  the  iron  all  sesquioxyd.  Mitscherhch  has  pronounced  it  (J.  pr.  Ch., 
Ixxxvi.  1 )  all  protoxyd  in  the  staurolite  of  St,  Gothard,  Airolo,  and  Brittany.  Rammelsberg  found 
a  variety  of  ratios  in  his  antdyses  of  the  mmeral  from  other  localities,  the  silica  varying  from  27 
to  over  51)  per  cent.  But  G-,  Lochartier  has  ascertained  that  staurolite  contains,  uniformly,  some 
water,  separable  only  at  a  high  heat;  and  that  the  variations  are  due  to  impiLriUts^  the  powder 
under  the  microscope  being  distinctly  a  mixture  of  two  or  more  minerals,  and  the  action  of  fluo- 
hydric  acid  on  some  crystals  making  them  cellular,  or  even  spongy  and  fragile.  After  purifying 
the  staurohte,  the  proportion  of  silica  was  nearly  constant,  and  the  specific  gravity  was  o-70  — o-Ttj. 
(See  below.) 

A'ar.  1.  Ordinary.  2.  Zinc- Staurolite  (anal,  27) ;  found  at  Canton,  Ga.,  in  slender  crystals,  i  in. 
long  and  a  line  or  less  thick,  having  a  yellowish-brown  to  cinnamon-brown  color;  G.  =  3*792, 
The  crystals  have  the  planes  0,  i-i.  3.  Mangane-se- Staurulile.  Nordmarkite  (anaL  28) ;  from 
dolomite  in  Xordmark.  Sweden,  of  chocolate-brown  color,  with  H.  ^G-.^,  G.  =  o  54,  and  presenting 
the  usual  crystalline  form.  Its  easy  fusibility  is  reason  for  here  giving  this  variety  the  distinctive 
name  Xordmarkde. 

Analyses:  1  Klaproth  (Beitr.,  v.  80);  2,  Lohmeyer  (Pogg.,  Ixii,  419):  3.  ^larignac  (Ann.  Cli. 
Phys..  111.  xiv.'49);  4-7,  Jacob.^on  (Pogg.,  Ixii.  419);  8,  9,  12,  Rammelsberg  (i'u..  cxiii.  599);  10,  11, 
Wisliceiius  (J.  pr.  Ch.,  xciii.  26  ));  13,  14,  Jacobson  (Pogg.,  Ixviii.  414);  15,  Rammelsberg  (1.  c.  i ; 
16,  Vauquelin  (J.  d.  M.,  viii,  o54) ;  17.  18,  Jacobson  (I.  c);  19,  20,  Rammelsberg  il.  c.);"  21,  22, 
Jacobson  (1.  c):  2:5-26,  Rammelsberg  (L  c.) ;  27,  Genth  (Am.  J.  Sci.,  II.  xxxiii.  198) ;  28,  Paykull 
((Efv.  Ak.  H.  Stockh.,  1866): 


Si 

^1 

Fe 

Mg 

ign. 

1.  St.  Gothard,  red 

27-00 

.52-25 

18-50 

0-25 

=  9S-<"'0  Klaproth. 

2.          "        dark  r. 

27-02 

49-9i3 

20-07 

0-28 

=  97-33  Lohmeyer. 

■i. 

28-47 

53-34 

17-41 

0-31 

0  72 

=  I  (10-25  Marignac. 

4. 

30-31 

46-80 

18-08 

2-16 

,  Ca  ((-1:^=1 9 7 -4s  Jacobsoa 

5. 

30-91 

48-6^ 

15-37 

il  1-19 

1-33 

=  99-4s  Jacobson. 

6.  " 

29-72 

54-72 

15-69 

1-^5 

=  101-98  Jacobson. 

7. 

29-13 

52-0iri7-58] 

1-28 

■=  Ino  .lacobson. 

8,          "  brown 

29-60 

48-53 

4-25  M  (  -96 

11-50 

3-12 

0-76 

=  9>-7  2  Ramm. 

9 

35-(i5 

44-18 

5-21 

tr. 

1 1  -48 

2-86 

0-95 

=  99  73  Ramm. 

10. 

27-95 

54-26 

4-58 

9-91 

2-80 

=  99-50  Wislicenus. 

11.  " 

27-90 

54-42 

4-9(» 

9-96 

2-97 

=  100- 15  Wislicenus. 

12.  Massachusetts,  Z/A-. 

2S-66 

49-19 

3-20  M  1-28 

13-o2 

2 -.'4 

0-43 

=  98-52  Ramm. 

13.  Airolo,  black 

33-45 

47--3 

16-51 

1-99 

=  99-18  Jacobson. 

14. 

32-99 

47-H2 

16-65 

]-6<3 

=  99  22  Jacobson. 

15.  " 

43-26 

40-45 

2-40 

10-92 

2 -09 

0-45 

=  99 -5  7  Ramm. 

1*1.  Brittany 

33-00 

44-00 

13  00 

V'  0 

17. 

39-19 

44-87 

15-09 

0-17 

0-32 

=  99-ti4  Jacobson. 

18.  " 

40-35 

44-22 

15-77 

0-10 

=  10(>-44  Jacobson. 

19.  " 

50-75 

34-86 

2-86 

tr. 

10-45 

1-80 

0-38: 

=  101-10  Ramm. 

2t>,  Pitkaranta 

51-32 

34-30 

M  0-42 

11-01 

2-32 

0-59: 

=  99-96  Ramm. 

21.  Polevskoi,  Ural 

38-68 

47-43 

15-06 

2-44 

=  103-61  Jacobson. 

22. 

38-33 

45-97 

14-60 

2  47 

=  101-37  Jacobson. 

23.  Goldenstein,  bn. 

35*15 

44  02 

0-85 

M  1-41 

12-16 

3-06 

1-27 

=  97'95  Ramm. 
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24. 
25. 
26. 
27. 


Franconia,  In. 
Litchfield,  Ct.,  Ik. 
Lisbon,  N.  H. 
Canton,  Ga. 


3tl 


gi 

35-  36  48-67 

36-  92  42-92 
49-10  37-70 


3Pe 

2-27 

1-85 


(§) 28-82  49-21  9-51 


Mn 

tr. 
0-70 

tr. 
015 


28.  Nordmark,  Sweden     36-05  35-18  1 3-73  M  11-61 


Fe     Mg  ign. 

13  05    2-19  O-27-101-8O  RamiQ. 

12-80    2-93  1-00=98  82  Ramm. 

lU-b9    1-64  0-68  =  99-81  Ramm. 

  3-22  1-47,       7-13,  Ti  0-84,  Cii,  Ag 

^r.  =  100-35  Genth 

  2-51  =  99-08  PaykuU. 


In  N"o.  2,  G.  =  3-737  — 3-744;  4-7,  G.  =  3-797  in  pieces,  3-744  in  powder;  12,  G.=:3-772  ;  13, 
14,  G.  =  3-66-3-73;  17,  18,G.  =  3-o28;  20,  G.  =  3-265;  21,  22.  G.=3-549,  3-588;  23,  G.=3-66; 
24,  G.  =  3-764;  25,  G.  =  3-622;  26,  G.  =  3-413;  27,  zinc-staurolite,  G.  =  3-792. 

Lecbartier  obtained  (Bull.  Soc.  Ch.,  II.  iii.  375)  the  following  results  after  purification  : 

1,  2.  St.  Gothard.  3,  4.  Brittany.  5.  Quimper.  6.  Bolivia. 

Silica             28-21        28-48  28-16       28-98  29-15  29-07 

Ign.                1-50          1-50  1-55         1-43  1-49  I'SO 

Sp.  Gr.           3-75          3-74  3*75         3*70  3-76 

Before  purification  the  silica  obtained  bv  him  was  for  2,  36-30;  3,  46-21  —  54-15;  4,  49  39;  5, 
41-36  p.  c.  Nos.  3,  4,  5,  6  were  large  opaque  crystals.  He  observes  that  all  staurolite  coutaina 
titanic  acid,  and  that  some  magnesia  is  present. 

Pyr,,  etc. — B.B.  infusible,  excepting  the  manganesiau  variety  (anal.  28),  which  fuses  easily  to  a 
black  magnetic  glass.  With  the  fluxes  gives  reactions  for  iron,  and  sometimes  for  manganese. 
Imperfectly  decomposed  by  sulphuric  acid. 

Obs.— Usually  found  in  mica  schist,  argillaceous  schist,  and  gneiss ;  often  associated  with 
garnet,  cyanite,  and  tourmaline. 

Occurs  with  cyanite  in  paragonife  schist,  at  Mt.  Campione,  Switzerland,  in  polished,  brown,  trans- 
lucent crystals ;  at  the  Grciner  mountain,  Tyrol,  in  simple  crystals  associated  with  cyanite,  and 
sometimes  appearing  as  a  continuation  of  its  crystals,  parallel  with  them ;  near  Lake  Como ;  in 
the  Tyrol ;  at  Goldenstein  in  Moravia,  brown  and  translucent;  in  large  twin  crystals  in  Brittany ; 
at  Tornduff  and  near  KiUiney  in  Ireland;  at  Oporto,  St.  Jago  de  ComposteUa,  and  at  other 
locahties  mentioned  above. 

Abundant  throughout  the  mica  slate  of  New  England.  In  Maine,  at  Windham,  near  the 
bridge,  the  mica  slate  is  filled  with  large  crystals  ;  also  at  Mt.  Abraham,  Hartwell,  and  Win- 
thi'op.  Tn  N.  Hamp.,  brown  and  large  cryst.  at  Franconia ;  at  Lisbon,  abundant  in  mica  slate ; 
on  the  shores  of  Mink  Pond,  loose  in  the  soil ;  at  Grantham,  2  m.  from  Meriden,  of  a  gray  color. 
In  Vermont^  at' Cabot.  In  Mass.,  at  Chesterfield,  in  fine  crystals.  In  Conn.,  at  Bolton,  Yernon,  Litch- 
field. Stafford,  and  Tolland.  In  Xtiv  Vark,  small  crystals  at  the  Foss  ore 
379  bed  in  Dover,  Duchess  Co.;  also  three  and  a  half  miles  from  Xew 

York  city,  on  the  Hudson.  In  Fenn.,  reddish-brown  cryst.  abuudar'' 
on  the  Wissahiccon,  8  m.  from  Philadelphia.  In  Georgia,  at  the  lea*, 
mine.  Canton,  in  quartzose  mica  schist,  the  gangue  of  the  lead  ore. 

Dr.  C.  T.  Jackson  has  described  a  variety  of  staurolite  in  tesselated 
crystals  like  chiastolite,  from  Charlestowm,  N.  H.,  as  represented  in 
the  accompanying  figure.    He  states  that  the  staurolite  macles  pass 
by  insensible  shades  into  andalusite  macles,  where  the  mica  slate 
passes  into  argillaceous  sjate. 

Named  from  uTuvfjoi,  a  cross.  Haiiy's  change  of  siaurolif^  to  staurotide  was  neither  necessary 
nor  reasonable. 

Alt. — Occurs  altered  to  steatite. 


334.  SCHORLOMITE,  Shepard,  Am.  J.  Sci.,  IT.  ii.  251,  1846.  Ferrotitanite  Whitney.  J.  Nat. 
Hist.,  Boston,  vi.  46,  1849.    ?  Iwaarit  Kuiorga,  1851,  K  Nord.,  Yerz.  Finl.  Min.  1852. 

Massive,  without  cleavage. 

B.=7—7'6.  G.=:3-862,  Shepard;  3-807,  Whitney;  3-783,  in  coarse 
powder,  Kammelsberg ;  3-745,  fr.  Kaiserstuhl,  Chius.  Color  black,  some- 
times tarnished  bine,  and  with  pavonine  tints ;  streak  grayish -black.  Lus- 
tre vitreous.    Fracture  conchoidal. 

Comp. — 0.  ratio  for  R+J{  +  R  (bases),  and  silica=2  ;  1  nearly,  and  for  R,  R,  4  :  4  :  3; 
whence  {i\  Cd^+i\         i\  Ti^/  Si'-*,  and  approaching  closely  the  Coromandel  tscheffkinite,  but 
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Si 

Ti 

Mg 

1. 

Arkansas 

2  5  •••.6 

2i-10 

21-58 

2. 

27-89'^ 

20-43 

21-90 

3. 

26-09 

17-36 

25-36=^ 

1-55 

4. 

11 

[26-24] 

21-34 

20-11 

l-3o 

5. 

2'l-36* 

21-56 

22-00 

1-25 

6. 

Kaiserstuhl 

29-55 

21-18 

18-U8 

1-22 

containing  no  cerium,  and  sesqnioxyd  of  iron  in  place  of  alumina.  Whitney  deduced  Ca'  Si-f- 
¥e  isi+Ca  Ti^=Silica  24-9,  oxyd  of  iron,  21-9,  lime  3m-7,  titanic  acid  22-5=  lOu.  In  Eammclsberg'a 
second  analysis,  the  silica  was  determined  only  by  the  loss,  and  in  two  of  the  other  analyses  there 
was  titanic  acid  remaining;  with  the  silica. 

Analyses:  1,  2,  Whitney  (1.  c);  3,  4,  Rammelsberg  (Pogg.,  Ixxvii.  Ixxxv.,  and  Min.  Ch.,  886, 
former  analysis  revised);  5,  Crossley  (This  Min.,  3d  edit.,  692);  6,  Glaus  (xlnn.  Ch.  Pharm.,  cxxix. 
213): 

Ca 

29-  78  =  99-12  Whitney. 

30-  05  =  100-27  Whitney. 

31-  12  =  101-4^  Pamm. 

29-  38,  Fe  1-57=100  Pamm. 

30-  7-2,  Mn  ^r.  =  101-8y  Crossley. 
2513,  K,  Na  4-22  =  9y-3S  Claus. 

*  With  some  titanic  acid. 

The  mineral  was  first  correctly  described  and  analyzed  by  Whitney.  Sliepard  made  it  a  hy- 
drous silicate  of  sesqnioxyd  of  iron,  yttria,  and  perliaps  thoria. 

Pyr.,  etc. — B.B.  fuses  quietly  at  3  to  a  black  glass.  Reactions  for  iron  with  the  fluxes.  Fused 
with  salt  of  phosphorus  on  charcoal,  with  tin,  iu  the  inner  flame,  gives  a  violet  bead.  Gelatinizes 
with  muriatic  acid,  the  solution  becoming  violet  when  boiled  with  metallic  tin. 

Obs. — In  small  masses  Avith  elajolite  and  brookite  iu  the  Ozark  Mts.,  Magnet  Cove,  Arkansas. 
The  dodecahedral  crystals  reported  by  Shepard  are  black  garnets,  which  occur  with  it.  Found 
also  in  the  Kaiserstuhl,  in  the  vicinity  of  Oberschaff'hauseu,  in  phonolite. 

Named  from  a  resemblance  to  schorl  (black  tourmaline). 

IVAARITE.  As  described  by  NordenskiOld  (Beskr.  Finl.  Min.,  1855,  101),  it  has  the  characters 
of  schorlomite,  and  like  it  is  found  with  elffiolite.  It  occurs,  he  states,  both  massive  and  iu 
garnet-like  crj^stals,  is  lustrous  black  and  opaque,  with  the  lustre  adamantine;  has  II.  =  6-o,  and 
G.  =  3-6 7  — 3-69.  The  mineral  is  stated  to  consist  of  6  Si,  3  Ti,  2  Fe,  6  Ca,  which  corresponds  to 
the  0.  ratio  for  bases  and  silica  3  :  2,  instead  of  2  :  1,  the  schorlomite  ratio.  B.B.  fuses  to  a  black 
glass.    From  Ivaara,  Finland. 

335.  SAPPHIRINE.  Sapphirln  (£r.  Greenland)  G^secke,  Stromeyer's  Unters.,  i.  391.  Sapphi- 
rine.    Sapphirin  pt.  [rest  blue  Spinel]  Ilausm.,  Ilandb.,  427,  1847. 

Orthorliombic  ?    In  disseminated  grains,  or  aggregations  of  grains. 
II.  =  7  — 8.    G.  =  342  — 3-48;  3473,  Dainoui\    Lustre  vitreous.  Color 
pale  blue  or  green.    Translucent.    Optically  biaxial ;  and  dicliroic. 

Comp  — 0.  ratio  for  R,  Si  =  l  :  4  :  1  ;  for  bases  and  silica  =  5  :  1 ;  constituents,  3  Mg  +  4Xl 
+  HSi  =  Si]ica  14'5,  alumina  66*2,  magnesia  19-3=100.  The  biaxial  polarization  shows  that  it  is 
not  impure  corundum  or  spinel.  Perhaps  (|  Mg^  +  |  Al)' Si^  +  6  Al,  or  a  stauroUte  with  corundum 
as  an  accessorv.  Possibly  a  5  :  1  subsilicate.  Analyses:  1  Stromeyer  (Unters.,  i.  391);  2,  3,  Dar 
mour  (Bull.  G.  Soc,  II.  vi.  317,  1849): 

Si  Al  Mg  Ca  Fe 

1.  14-51  63-11  16-85  0*38  3-9  >.  Stn  0-53,  ign.  0-49  =  99-78  Stromeyer. 

2.  14-88  63-31  19  06    2  09  =  99-34  Damour. 

3     14  84  63-20  19-o0    1-90  =  99-44  Damour. 

Pyr.,  etc. — B.B.  alone  and  wath  borax  infusible,  unaltered. 

Obs. — Associated  with  mica  and  anthophylHte  at  Fiskenaes  in  Greenland.  * 

The  name  alludes  to  the  sapphire  color. 


APPENDIX  TO  ANHYDROUS  SILICATES. 

336.  EULYTITE.  Arsenik-Wismuth  Wern.,  Breith.,  Letzt.  Min.  Syst.,  23,  62,  Hoff'm.  Min.,  IV. 
a,  65,  1817.  Wismutblende,  Eul}i;iu,  Breith.,  Pogg.,  ix.  275, 1827  ;  Handb.,  303.  Wismutischea 
Blende-Erz  Breith.,  Uib.,  66,  1830,  Char,,  239,  1832.  Kieselwismuth  Kersien,  Pogg.,  xxvii.  81, 
1833.    Silicate  of  Bismuth. 
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OXTGEX  COMPOrXDS. 


Isometric :  tetrahedral.  TJsuallj  in  minnte  crystals,  and  edges  often 
rounded,  figs.  34,  35.  Observed  planes :  1,  0^  2-2.  Cleavage  :  dodecahe- 
dral,  very  imperfect.  Twins  :  plane  of  composition  parallel  to  a  dodeca- 
hedral  face.  Crystals  often  in  groups.  Sometimes  globular,  and  columnar, 
lamellar,  or  granular. 

H.=4-5.  G.=^5*912  — 6'006.  Lustre  resinous  or  adamantine.  Color 
dark  liair-brown,  yellowish-gray,  grayisli-wliite,  and  straw-yellow.  Streak 
yellowish-gray  or  uncolored.  Subtransparent — opaque,  f  ractm-e  uneven, 
ilather  brittle. 

Comp. — Probably  Bi*  Si'  with  some  phosphate  and  fluorid  of  iron,  Frankenheim.  Analysis  by 
Kersten  (Pogg.,  xxvii.  81) : 

Si  22-23       Bi  69-38       ^  S'Sl       3Fe  2  40       Mn  0  30     HP,  H,  and  loss  2-38:=100. 

Pyr.,  etc. — In  a  matrass  decrepitates  and  affords  a  trace  of  water.  B.B.  fuses  to  a  dark-yellow 
mass,  and  gives  out  inodorous  fumes.  Fuses  and  froths  on  charcoal,  staining  it  yellowish-brown, 
sometimes  with  a  tinge  of  green.  Fuses  readily  with  soda  to  a  button,  at  first  gTcenish-yellow 
and  then  reddish-yellow,  and  finally  affords  metallic  bismuth.  With  salt  of  phosphorus  it  fuses 
to  a  yellow  globule,  with  a  silica  skeleton,  which  becomes  colorless  on  cooling, 

Obs. — Found  with  native  bismuth  near  Schneeberg,  Saxony,  in  quartz,  and  at  Braunsdorf,  near 
Freiberg. 

Named  from  ti'Avros,  easily  dissolved^  or  fusible. 

337.  ATELESTITE.    Breiih.,  Char.,  306,  1832. 

Occurs  in  small  monoclinic  crystals,  at  Sclmeeberg,  with  eulytite :  they  have  a  sulphur-yellow 
polor,  adamantine  lustre,  H.  about  5,  and  are  transparent  to  translucent.  Descloizeaux  observes 
that  some  of  the  cry  stals,  having  the  form  of  a  rhombic  octahedron,  polarize  hght  strongly. 

Contains  bismuth,  but  exact  composition  not  ascertained. 


338.  HYPOCHLORITE.  Sogenannter  Griineisenerde  von  Schneeberg,  Hypoelilorit,  Schiiler,  Schw. 
J.,  Ixvi.  41,  1832,  Dissert,  de  Ferro  oehr.,  etc.,  Jence,  1832. 

Minute  crystalline ;  also  earthy.    H.  =  6,  G.  =  2-9  — 3-04.    Lustre  vitreous,  feeble.    Color  green. 
Streak  hght  green.    Brittle ;  fracture  even  to  flat  conclioidal. 
Comp. — Analysis  by  Schiiler  (1.  c.) : 

Si  50  24       ^1  14-65       Bi  13-03       Fe  10'54       P  9-62       Mn  tr. 

Perhaps  a  mixture  of  a  silicate  of  bismuth  and  iron,  and  a  phosphate  of  alumina. 

B.B.  grows  dark,  but  infusible  ;  a  yellow  deposit  on  the  coal.    Insoluble  in  acids. 

In  minute  crystals  and  grains,  or  massive  and  earthy,  with  native  bismuth  and  cobalt  ores,  at 
Schneeberg,  Johanngeorgenstadt,  and  Braunsdorf,  in  Saxony.  Also  reported  from  UUersreuth, 
Yoigtland,  in  a  bed  of  limonite. 

Named  from  v-oj^Xoipuij  on  account  of  its  green  chlorite-hke  color. 

338A.  ISOPYRE.    Turner,  Ed.  New  PhiL  J.,  iii.  263,  1827. 
In  compact  masses,  with  cleavage. 

H.  =  6  — 6-5.  G.  =  2-9  — 3.  Lustre  vitreous.  Streak  light  greenish-gray.  Color  grayi.^h  or 
velvet-black,  occasionally  spotted  red,  like  hehotrope.  Opaque — subtranslucent.  Fracture  flat 
conchoidal.    Brittle.    Acts  slightly  on  the  magnetic  needle. 

CO]^iP.— 0.  ratio  for  R,  R,  Si,  1  :  3  :  6,  as  in  labradcrite.    Analysis  by  Turner  (1.  c.)  : 

Si  47-09       ^113-91       3Pe  20-07       Ca  15-43       Cu  1-94=98-44. 

Part  of  the  iron  is  supposed  to  be  protoxyd,  judging  from  the  color  of  the  mineral. 
B.B.  fuses  easily  to  a  magnetic  bead,  and  colors  the  flame  green.    A  silica  skeleton  with  sail  of 
phosphorus.    With  the  acids  decomposed  with  difficulty  and  imperfectly. 
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From  St.  Just,  near  Penzance,  in  a  quartzose  granite  vnxn  Lourmalinc  and  lin  ore,  u  pieces  two 
inches  in  diameter.    Also  in  breccia  on  the  Calton  Hill,  Edinburgh,  with  limonite. 


B.    HYDROUS  SILICATES. 


Arrangement  of  the  Species. 

1.  The  General  Section  of  Hydrous  Silicates.  Includes  all  Hydrous 
Silicates,  excepting  the  Zeolites  and  the  Margarophjlhtes. 

1.  Bisilicates. 

2.  Unisilicates. 

3.  Subsilicates. 

II.  Zeolite  Section.  Feldspar-like  in  constituents  and  oxygen  ratio ; 
the  bases  being  alumina,  and  the  alkalies  and  alkaline  earths  (K,  JSTa,  Ca, 
Ba,  Sr),  to  the  almost  total  exclusion  of  magnesia  and  iron  ;  and  the  oxygen 
ratio  between  the  protoxyd  and  sesquioxyd  bases  being  1  :  3. 

III.  Margarophyllite  Section.  Micaceous  or  tliin  foliated  when  crys- 
tallized ;  and  plane  angle  of  base  of  prism  120°. 

On  account  of  the  uncertainties  with  respect  to  the  relations  of  the  water  in  hydrous  sihcates, 
the  basis  for  a  true  classification  of  them  is  to  a  large  extent  wanting.  From  the  dominance 
among  anhydrous  silicates  of  the  grand  subdivisions  of  Bisilicates,  Unisihcates,  and  Subsilicates, 
the  same  groups  might  be  reasonably  looked  for  among  the  hydrous.  But  the  formulas  of  very 
many  of  the  species  may  be  written  according  to  either  of  these  types,  by  making  more,  or  less,  or 
none,  of  the  water  basic;  and  consequently  all  attempts  to  define  the  hmits  of  the  groups  must  be 
at  present  unsatisfactory.  Crystallographic  and  other  relations  to  anhydrous  species  give  help, 
but  not  always  sure  guidance. 

The  following  examples  elucidate  some  of  the  reasons  for  referring  species  to  the  section  of 
Bisilicates  rather  than  tliat  of  Unisihcates,  or  the  reverse  : 

Laui'no/ifite  (Xo.  342,  beyond)  has  a  close  approximation  in  crystalline  form  to  pj-roxene,  and 
this  suggests  a  relation  to  the  Bisilicates;  moreover,  its  formula  is  wholly  pyroxene-iike,  if  the 
water  is  not  ba^ic.  It  is  to  be  noted  that  part  of  the  water  escapes  on  heating  to  100^  C. 
There  is  the  same  relation  in  form  between  pedolite  and  pyroxene,  as  long  since  shown  by 
Frankenhoim  ;  and  the  same  formula  also,  if  the  water,  here  a  more  stable  constituent,  is 
basic.  Oktniie  is  very  near  hornblende,  or  another  anhydrous  bisilicate.  in  its  crystallization;  and 
it  is  also  hke  it  in  formula,  if  half  the  water  is  bacic.  In  each  of  these  cases  cr3'stallography 
appears  to  show  whether  any  of  the  water,  and  how  much,  is  basic.  Again,  dLupiase  has  ilie 
angles  nearly,  and  the  bisilicate  ratio,  of  beryl,  if  the  water  be  not  basic. 

Prehnite  has  an  affinity  in  its  cr\'Stallization  to  chrysolite;  and,  if  the  water  is  all  basic,  the 
oxygen  ratio  for  the  bases  and  silica  is  1  :  1.  or  that  of  a  Unisilicate.  as  in  clnysolite.  Calamine 
is  approximately  isomorphous  with  prehnite.  and,  moreover,  both  are  pyroelcctric  ;  and  the  oxygen 
ratio  is  1  :  1.  if  the  water  is  not  basic.  Fahliiuiie.  a  result  of  the  alteration  of  iolite.  is  equi\  alent 
to  iolite  plus  water.  Iolite  is  a  ^  silicate,  there  being  a  deficiency  of  base  for  a  true  unisilicate; 
but  the  added  water  just  fills  up  the_^  deficiency,  so  that,  if  the  water  is  basic,  the  species  is  strictly 
a  Unisilicate,  the  0.  ratio  for  R,  if,  §i,  H  being  1  :  :^  :  5  :  1,  or  for  the  bases  K  +  it^H  and  sihca, 
5  :  5=1  :  1.  There  seems  to  be  no  reason  for  questioning  this  basic  relation  of  the  water;  it 
is  probable  that  the  deficiency  of  base  may  lead  to  the  easy  absorption  of  water  so  characteristic  of 
iolite.  In  other  alterations  of  iolite  still  more  water  is  taken  up,  so  that  the  0.  ratio  is  1  :  3  :  5  •  2 ; 
the  compound  is  apparently  the  same,  but  with  twice  the  proportion  of  water,  only  one-half  of  it 
in  this  case  being  basic.  The  same  remarks  are  apphcable  to  margarodite  and  other  hydrous 
micas  in  their  relations  to  muscovite  and  the  anhydrous  micas. 


OXYGEN  COMrOUNDS. 


A])op}iyllite  crystallizes  in  tetragonal  forms — forms  that  are  common  among  anhydrous  TJnisili- 
cates,  and  are  unknown  among  Bisilicates.  The  species  is  therefore  arranged  beyond  as  a  Uui- 
silicate,  but  as  a  representative  of  the  Scapohte  group  of  anhydrous  silicates.  Tritoiuite  and  Thorik 
are  isoinetric  species,  and  related  lo  helvite  and  garnet;  and  they  are  Unisilicates,  like  garnet,  if 
the  water  be  not  basic. 

Fioai  tlicse  examples  it  is  apparent  that  the  facts  give  only  probable  conclusions.  It  is  to  be 
hoped  that  clioniistry  will  soon  furnish  principles  t]iat  are  encumbered  with  less  of  doubt. 

The  group  of  Zeolites  includes  species  that  are  feldspar-like  in  having  among  them  the  oxj^goc 
ratios  for  the  protoxyds,  alumina,  and  silica  1  :  3  :  4,  1  :  3  :  6,  1  :  3  :  8,  1  :  3  :  9,  1  :  3  :  Ti,  with 
the  only  difference  that  water  is  present  in  addition.  Tliey  are  therefore  sometimes  spoken  of  as 
representatives  among  hvdrous  silicates  of  the  anhydrous  feldspars.  But  this  inference,  though 
apparently  sustained  by  the  oxygen  ratios,  is  far  from  right.  It  assumes  that  the  water  is  not  bas.c. 
If  it  be  basic,  then  the  species  may  be  ordinary  Bisilicates  or  Unisilicates,  quite  remote  from  the 
feldspars.  Looking  to  the  crystallization,  it  is  found  that  there  is,  in  fact,  nothing  whatever  to  sus- 
tain the  relation  to  the  feldsj^ars.  The  species  of  the  Feldspar  group  are  almost  identical  in  angles 
and  physical  characters ;  while  the  zeolites  are  exceeding]}^  diverse  in  both  resijects,  and  none  have 
the  feldspar  form  or  angles.  Nearly  all  the  systems  of  crystallization  are  represented  among  them, 
and  with  a  very  wide  range  in  angles.  The  feldspars  have  the  prismatic  angle  near  120' ;  while 
the  zeolites  that  approach  the  feldspars  most  nearly — that  is,  the  Stilhite  group,  in  which  the  oxy- 
gen ratio  is  1  :  3':  12,  and  the  crystallization  is  in  part  oblique — have  the  prismatic  angle  near  iiO" 
in  one  specie?,  and  from  1:^0''  to  1:^6  in  others.  The  hexagonal  species,  chabazite,  levynite,  and 
gmelinite,  usually  made  a  subgroup  among  the  zeolites,  have  widely  different  rhombohedral  angles. 

While,  then,  there  is  seeming  unity  in  the  group  of  zeolites,  there  is  actually  the  widest  diver- 
sity ;  and,  when  fully  understood,  they  will  probably  have  their  places  among  the  Unisilicates  and 
Bisilicates  of  the  first  section.  Analcite,  which  is  included  among  the  zeolites,  is  related  hi  form 
to  the  feldspars,  and  in  both  form  and  formula  (the  water  being  excluded)  to  the  anhydrous  sili- 
cate, iencite. 

The  Margarophyllites  appear  to  constitute  a  strictly  natural  group,  although  under  a  very  vari- 
ous chemical  constitution.  They  are  foliated  in  structure  like  the  micas,  and,  like  them,  have 
tlie  plane  angle  of  the  base  of  the  prism  120°,  the  crystallization  being  either  hexagonal  or  pri.-- 
matic,  with  the  angles  of  base  120'  and  60".  They  include  talc  audpyrophyllite,  margarodite  and 
other  hj'drous  micas,  chlorite,  margarite,  etc.;  with  also  kaoliuite  and  serpentine,  which  liave 
the  same  crystallization;  and  to  these  are  added  some  species  not  yet  known  in  the  crystallized 
state,  which  apjxar  to  be  chemically  allied  to  the  margarophyllites.  The  true  margarophyUitcs 
are  below  0  in  hardness;  greasy  to  the  feel,  at  least  when  finely  powdered;  and  not  sparry  in 
appearance  w'hen  massive,  unless  through  pseudomorphism,  in  which  case  this  sparry  character 
is  that  of  the  original  mineral  altered  to  make  them. 


The  oxygen  ratios  of  the  species  are  given  after  the  tables  of  formulas  ;  the  1  st  column,  the 
0.  ratio  for  R,  Si,  ll;  2d  column  for  R+S  (or  bases),  Si,  H.  After  the  H  in  the  latter 
column,  a  fraction  is  added,  giving  the  proportion  of  the  water  that  is  required  to  be  added  to  the 
bases  to  make  the  ratio  that  of  the  formula.  In  pectolite,  for  example,  all  the  water  is  to  be  added 
to  the  bases;  this  making  the  ratio  of  bases  to  silica  5  +  1  :  12  =  1  :  2. 


1.  PECTOLITE  OR  PYROXEXOID  GROUP.  Monoclinic,  and  isomorphous  with  the  Araphi 
bole  group  (p.  207). 


1.  GENERAL  SECTION  OF  HYDROUS  SILICATES. 


ARRANGEMENT  OF  THE  SPECIES. 


1.  BISILICATES. 


340.  XOXALTITE 


339.  Pectolite 


(f(Ca,Na)+iH)Si 
CaSi+ifi 


Sie||0,||(i^H.  +  H?^a-^.€a)) 
SiO||0,|ea+iaq 
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841.  Okenhte 

342.  Gyrolite 

343.  Laumoxtite 
343 A.  Leonuardite 


(5-Ca  +  iII)§i  +  n 
(iCa'  +  l  Al)  Si'+3H 


II.  DIOPTASE  (OR  BERYLLOID)  GROUP.  Hexagonal. 

(i(Xa,Ca)^  +  iZr)Sr+liH 
CuSi+H 
CuSi+2n 


344.  Catapleiite 

345.  DiOPTASE 

346.  Chrysocolla 

347.  Alipite 

348.  conarite 


(|(Ni,Mg)+iH)Si 


SiOI|0.|l(^H,+iea)+iaq 
SiO||0,||(iH,  +  f  ea)  +  aq 
SiOlO^i^iea+f  /?Al)+aq 


Sieiie,|ia(Xa,,ea)  +  |  yZr)  +  -aq 
Si  0110,  lieu 
SiO|e,|eu  +  2aq 

Sie|e,|i(iii..+  t(?^i,Mg)) 


III.  PICROSMIXE  GROUP. 

349.  PlCROSMIXE 

350.  Spadaite 


MgSi  +  lH 
(tMg+iH)Si4- 


II 


SiO||e,iMg+i  aq 
SiO||e.||(iII.  +  tMg)  + 


.:lp^enrf/a;.— 351  — 356,  Pyrallolite,  Picrophyll,  Traversellite,  Pitkaraxdite,  Strakonit- 


ztte,  Moxradite;  357,  Neolite,  9  Mg,  Al,  9  Si,  4|  H;  358,  Paligorskite,  6  M- 
H;  359,  Xylotile,  Mg,  Fe,  Fe,  Si;  360,  Anthosiderite,  Fe,  Si,  H. 


Al,  24  Si,  1 S 


R 

R  Si 

H 

fiR  Si 

H 

R  Si 

H 

^2  Si 

H 

Pectolite 

5 

12 

1 

5  12 

1(1) 

Catapleiite 

1 

2  6 

2 

1  2 

.2. 
:5 

Xoualtite 

4 

8 

1 

4  8 

1 

Dioptase 

1 

2 

1 

1  2 

1 

Okeuite 

1 

4 

2 

1  4 

2  a) 

Chrysocolla 

1 

2 

2 

1  2 

2 

Laumoatite 

1 

3  8 

4 

1  2 

1 

Picrosmine 

1 

2 

1  2 

i 

Leouhardite  (?) 

Spadaite 

0 

12 

4 

5  12 

4 

II.  UNISILICATES. 

I.  CALAMINE  (OR  CHRYSOLITHOID)  GROUP.     Ortliorhombic.    Approximately  isomor- 
phous  with  chrysolite. 

361.  Calamixe  ^a^Si+H  SiHO^IlZns  +  aq 

362.  YiLLARSiTE  (Mg,Fe)'Si  +  ifl  Sil|e,||(Mg,  Fe). +i  aq 

363.  Prehxite  (^H^  +  |Ca^  +  f3^1)^Si^  Si||0,l|(iH2  +  §€a  +  t/?Al)2 
864.  Chlorastkolite         (i(Ca,  Xa)^  + 1  ( Al,Fe))2  Si'+ 2  H  Siie4||(i  (Na,,  -Ga)  +  ^ /?( Al,Fe))a 

+  |aq 

A.  THORITE  (OR  HELYITOID)  GROUP.  Isometric. 

365.  TRiTOiiiTE  Si,  Ce,  La,  Di,  H,  etc, 

366.  Thorite  ThSi+HH  Si||e4ll  Tha  +  l^aq 

367.  Cerite  (Ce,  La,  i)i)2  SI+H:  Si|e4ll(ee,  La,  Bi)2+aq 

368.  Erdmaxnite 

m.  PYROSMALITE  GROUP.  Hexagonal. 

360  Ptrosmalttb  Tl+KFe,  Mn.reCl))-Si        Si|(e,  C!^).!^  na^-KF:,  Mi:)}, 
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IV.  AFOPHYLLITE  GEOUP.    Tetragonal,  with  perfect  basal  cleavage. 

370.  Apophyllite  (H,  Ca,  K)- Si  +  H  Si  Si|04i(iH2+i(K2,€a))2 +  H2Sie 

V.  GISMOXDITE  GROUP.    Tetragonal  and  hemiliedral,  or  ortliorhombic ;  lateral  cleavage 

in  short  and  small  crystals. 

371.  Edingtonite  ?(f H  +  4]Ba)-Si  +  4H  61^041(7 H2+fBa)2+Hq 

372.  GISMOXDITE  (fCa  +  ^K)+^l,  2iSi,4^H 


YI.  CARPHOLITE  GROUP. 

373.  CARPHOLITE  (^l,5ln,Pef  Si'  +  3B[  Si|e4l/3(A:1,  Mn,  Fe)2+ aq 


R 

Si 

H 

liii  Si  H 

ii 

^  Si  K 

m 

Si  H 

Calamine 

1 

1 

1    1  i 

Pyrosmalite 

2 

3  1 

2 

3     1  (1) 

Yillarsite 

1 

1 

i 

1    1  i 

Apophyllite 

1 

4  2 

Prehnite 

2 

3 

6 

1 

5  6 

?  Edingtouite 

1 

4    7  4 

5 

7      4  (i) 

?  Chlorastrolite 

1 

2 

3 

1 

1    i  i 

Gismondite 

1 

3    4i  4i 

4 

H  4i 

Thorite 

1 

1 

1 

1    1  f 

CarphoHte 

1    1  i 

1 

1  i 

?Cerite 

1 

1 

1    1  i 

III.  SUBSILICATES. 


3  74.  Allophanb 

375.  collyeite 

376.  scheotterite 


^lSi+6H(or5H) 
^PSi  +  9H 


/?Al30Iie,IlSi+waq 

=  1  Allophane  +  1  Gibbsite 

=  8  Allophane+5  Gibbsite 


The  0.  ratio  for  R,  Si,  S  in  Allophane  is  3  :  2  :  6 ;  in  Collyrite  6  :  2  :  9 ;  in  Schrotterite  4:1:5. 
The  species  Euclase  (p.  379)  and  Datohte  (p.  380)  are  true  hydrous  SubsUicates.  The  reason  for 
placing  them  with  the  anhydrous  species  is  stated  on  page  204. 


I.  BISILICATES. 


339.  PECTOLITE.  Pektohth  v.  Kohell,  Kastner's  Arch.,  xiii.  385,  1828,  xiv.  341.  Photolith 
Breith.,  Char.,  181,  1832.  WoUastonite,  Stellite,  Thomson,  Min.,  I  130,  313.  RathoUte  S07ne 
collectors.    Osmelith  Breith.,  Pogg.,  \x.  133,  lb27. 

Moiioclinic,  isoiuorphoiis  with  wollastoiiite.  Observed  planes  :  0  ;  ver- 
tical, i-f,  ^4,  ^'-4;  liemidomes,  l-^, -5-^ ;  liemicctaliedi-al, -2.  Angles 
measured  by  Greg  ; 


back, 


i-i  A  14=95°  23' 

A  U=S4:  37 
i-i  A  ^-{=139  30 


i-i  A  ^4  =125°  55' 
i-i  A  i-l  =102  30 
i-i  A -2  =132  54 


Ratho. 


Cleavage  :  i-i  (ortliod.)  perfect.  Twins  :  com- 
position-face i-i.  In  close  aggregations  of  r.cicular 
crvstals.    Fibrons  massive,  radiated  to  stellate. 

H.  =  5.  G.  =  2-68— 2-78.  Lustre  of  the  surface 
of  fracture  silky  or  subvitreous.  Color  whitish  or 
grayish.  Subtranslucent  to  opaque.  Tough,  i'oj 


HYDROUS  SILICATES. 


397 


Bergen  mineral  optic-axial  plane  parallel  to  ortliodiagonal,  and  very  nearly 
normal  to  i-i ;  acute  bisectrix  positive,  parallel  to  ortliodiagonal,  and  obtuse 
bisectrix  nearly  normal  to  cleavage-plane  or  i-i  ;  axial  angle  in  oil,  through 
cleavage  plates,  143°  — I-i.") ;  Descl. 

Var. — Almost  always  columnar  or  fibrous,  and  divergent  the  fibres  often  2  or  3  inches  long, 
and  somet'mes,  as  in  Ayrshire,  Scotland,  a  yard  Resembles  in  aspect  fibrous  varieties  of  natro- 
lite.  okenite,  thorn sonite,  tremoliie,  and  wollastonite.  OsmeUte^  from  Niederkirchen,  near  Wolf- 
stein,  Bavaria,  is  columnar  and  radiated;  (1.  =2-799  — 2-833,  Breith. ;  color  grayish- white,  yellow- 
ish, gray.  ....  ..... 

Comp.— 0  ratio  for  E,  Si.  11  =  5  :  I'i  :  1  ;  whence,  if  the  water  is  basic,  (^Ca  +  ^Xa+^H)  Si 
=  Silica  54-2,  hme  83-8,  soda  9-:;,  water  2-7  =  10U.  Analyses:  1.  v.  Kobell  (Kastners  Arch.  Xat.. 
xiii.  385);  2,  3,  J.  D.  Whitney  'Jour.  Soc.  N.  H.  Bost.,  1849,  p.  36,  and  Am.  J.  Sci.,  II.  vii.  434); 
4,  J.  S.  Kendall  (ib.i;  5,  G.  J.  Dickinson  (ib ) ;  h.  J.  D.  Whitney  (Am.  J.  Sci.,  II.  xxix.  205);  7, 
A.  J.  Scott  (Ed.  N.  Phil.  J.,  liii.  277) ;  8,  Heddle  (Phil.  Mag..  fV.  ix.  248) ;  9,  Thomson  (Min..  i.  1 31) ; 
10,  Walker  (Heddle,  1.  c.) ;  1 1,  Kennedy  (ib.) ;  12-16,  Ilcddle  (1.  c);  17,  Adams  (Millon,  etc.,  Ann. 
d.  Ch..  1848,  166);  18,  v.  Kobell  (Ber.  Ak.  Mdnchen  1S66,  i.  -296,  J.  pr.  Ch.,  xevii.  493/;  19,  Igel- 
Strom  (J.  pr.  Ch.,  Ixxxi.  396)  : 


gi 

^1 

3Pe 

Mg 

Ca 

Xa 

K 

H 

1. 

M.  Baldo 

51-30 

0-90 

33-77 

8-26 

1-57 

3-89  =  99-69  KobeU. 

2 

I.  Royale 

53-45 

4-94 

31-21 

7-37 

tr. 

2-72=99-69  Whitney. 

65-66 

1-45 

32-86 

7-31 

2-72  =  100  Whitnev. 

4. 

Bergen  Hill 

54-00 

1-90 

32-10 

8-89 

tr. 

2-96  =  99-85  Kendall. 

5. 

55  00 

1-10 

32-53 

9-72 

2-75  =  101 -10  Dickinson, 

6. 

(1)  54-62 

 Fel-11'' 

32-94 

8-96 

[2-37]  =  100  Whitney. 

7. 

Talisker,  Skye 

52-01 

1-82 

0-39 

32-85 

7-67 

5-06  =  99-80  Scott. 

8. 

53-82 

'i*73 

29-88 

9-55 

3-76  =  99-74  Heddle. 

9. 

Kilsyth.  Wollast. 

52-74 

0-67 

1-20^ 

1-52 

31-6S 

9-60 

2-00  =  99-42  Thomson. 

10. 

Costorphine  Hill 

54-00 

2-5y 

30-79 

5-55 

5-48=98-36  Walker. 

11. 

Castle  Rock,  Woll. 

51-5 

1-it 

32-0 

8-5 

5-0=98-0  Kenuedv. 

12. 

,i             U  it 

53-06 

0-75 

3^-48 

9-98 

3-13  =  100-40  Heddle. 

13.  RdX\\o.  fibrous 

52-53 

0-88 

32-79 

9-75« 

3-04  =  y'<  99  HedcUe. 

14. 

crijsialline 

52-58 

1-46 

3:;-75 

9-26 

2-80  =  98-84  Heddle. 

15 

Knock  dolian  Hill 

53*-24 

100 

32-22 

9-57 

3-60  =  99-63  Heddle. 

16. 

Girvan 

53-48 

0-41 

34-39 

9-88 

3-26  =  101  42  Heddle. 

17. 

Bavaria,  Osmelite 

52-91 

0-86 

32-96 

6-10 

2-79 

4-01  =  99-63  Adam. 

IS. 

5263 

0-3  7^ 

34-47 

8-28* 

tr. 

2-94,  Mn  1-75  =  100-44  K. 

19. 

Wermland 

52-24 

1-75'= 

33-83 

[8-48] 

3-70=100  Igelstrom. 

a  With  some  Mn  0. 

b  The  iron  protoxj'd. 

c  With  some  K  0. 

Berzelius  obtained  a  fluorine  reaction  with  the  Monzoni  mineral.  The  analysis  by  Adam  (Xo. 
17)  makes  the  osnielite  identical  with  pectolite.  Riegel  obtained  a  verj'  different  result  ( Jahrb.  f. 
pr.  Pharm.,  xiii.  1) ;  but  v.  Kobeh  has  confirmed  Adam's  result,  and  shown  that  Riegel  must  have 
had  in  hand  another  mineral. 

Pyr.,  etc. — In  the  closed  tube  yields  water.  B.B.  fuses  at  2  to  a  white  enamel.  Gelatinizes 
with  muriatic  acid.    Often  gives  out  light  when  broken  in  the  dark. 

Obs. — Occurs  mostly  in  trap  and  related  rocks,  in  cavities  or  seams ;  occasionally  in  metamor- 
phic  rocks.  Found  in  Scotland  at  Ratho  Quarry,  and  Castle  Rock,  near  Edinburgh ;  at  Kilsyth, 
Costorphine  Hill,  Loch  End,  Girvan.  and  Knockdolian  Hill,  in  Ayrshire ;  and  at  Taliver,  et?.,  I.  Skye. 
Also  at  Mt,  Baldo  and  Mt.  Monzoni  in  the  Tyrol,  where  first  obtained ;  at  an  iron  mine  in  Werm- 
land, associated  with  clilorite  and  calcite. 

Occurs  also  at  Bergen  Hill,  N.  J.,  in  large  and  beautiful  radiations ;  compact  at  Isle  Royale,  L. 
Superior. 

Descloizeaux  obtained  from  Bergen  crystals,  i-i  A  l-?;=95°  30'  and  84^  30'.  Wollastonite  gives 
i'i  A  l.i=95'  23',  i-i  A  -5-i=l59'  32',  i  i  A  z-J=140'  5',  i-i  A  -2  =  93'  52'. 

340.  XOITALTITE.    Xonaltit  Eammelsberg,  Z3.  G.,  xviii.  33,  1866. 

Massive.  Very  hard.  G.  =  2-71,  white;  2-718,  gray.  Color  white  to  bluish-gray.  Tough, 
EVacture  spUntery. 
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OXYGEX  COMPOU:\DS. 


0.  ratio  for  Ca,  Si,  1*1=4  :  8  :  1  ;  ^vhence  4  Ca  Si  +  H=Silica  49-80,  lime  46-47,  water  S'lS^ 
TOO.    Analyses :  1,  2,  Eammelsberg  (1.  c.) : 

Si         Fe        Mn       Mg  Ca 

1.  WMie      49-58       1-31       1-79    43-56       3*70=99-94  Eammelsberg. 

2.  Gray       50-25  2-28  0-19       43  92       4-07  =  100-71  Eammelsberg. 

Yields  water.  Infusible  [?].  Decomposed  by  muriatic  acid  (Eamm.).  Occurs  at  Tetela  da 
Xonalta,  Mexico,  in  concentric  layers,  with  apophj^llite  and  bustamite. 

341.  OKENITE.    Okenit  v.  Kobell,  Kastner's  Arch.,  xiv.  333,  1828.    Dysclasite  Connel,  Ed. 
Phil.  J.,  xvl  198,  1834.    Bordite  Adam,  Dufr.  Min.,  iv.  697,  1859. 

Ortliorlioinbic  ?  Za  7=122°  19^,  Breitli.  Composed  of  a  congeries  of 
minute  acicular  crystals;  conmionlv  Hbrous  ;  also  compact. 

IL=4-5-5.  G.  =  2-28-2-37;  '^2-362  of  dysclasite,  Connel ;  2-28  of 
okenite,  v.  Kobell.  Lustre  subpearly.  Color  wliite,  "^ntli  a  shade  of  yel- 
low or  blue ;  often  yellow  by  reflected  light,  and  blue  by  transmitted. 
Frequently  opalescent.    Subtransparent — subtranslucent.    Yery  tough. 

Var. —  Bordite,  from  Bordoe,  one  of  the  Faroe  islands,  is  only  a  very  fine  fibrous  milk-white 
okeiiito,  firm  in  testur(?  and  very  tough,  and  having  H.  =  3-o,  G-.  =  2'33. 

Comp.— 0.  ratio  for  R.  Si,  H  =  1  :  4  :  2  ;  ^vhence,  if  half  of  the  water  is  basic,  2:4:  1  ;  and  the 
formula  Il+i  Ca)  Si+|  H=Silica  56-6,  lime  2G-4,  water  17  0=  100.  It  has  the  prismatic  angle 
nearly  of  amphibole,  to  which  it  is  related  in  composition.  Analyses :  1,  2,  v.  Kobell  (1.  c.) ;  3, 
Connel  (1.  c);  4,  Wurth  (Pogg.,  Iv.  113);  5,  v.  Hauer  (Jahrb.  G.  Eeichs.,  1854,  190);  6,  Schmid 
(Pogg.,  cxxvi.  143);  7,  Adam  (1.  c): 

H 

17-00,  ^1  and  Pe  0-53,  K  <r.  =  99  76  Kobell. 
lH-65  =  99-99  Kobell. 

14-71,  Mu  0-22,  Fe  0-32.  Iv  0-23,  Xa  0-44=100-44  Connel. 
17-94,  Al  <i-46,  Xa  1-02  =  100-45  Wiirth. 
18  04,  Mg     =  100  08  llauer. 

13-  97,  Mg  1-58,  Xa  0-23  =  99-72  Schmid.    G.  =  2-324. 

14-  ly,  Al  0-67,  Xa  1-04= 97 -94  Adam. 

Pyr.,  etc. — In  a  matrass  yields  water.  B.B.  alone  becomes  opaque  and  white,  and  fuses  to  a 
glass.  Effervesces  with  soda,  and  fuses  to  a  subtransparent  glass,  which  is  milk-white  on  cooling; 
with  borax  forms  a  transparent  colorless  glass.    G-elatinizes  readily  in  muriatic  acid. 

Obs. — Occurs  in  trap  or  related  eruptive  rocks.  Found  at  the  Faroe  Islands  ;  in  Iceland;  on 
the  island  of  Disko,  Greenland. 


Si 

Ca 

1. 

Greenland  55*64 

26-59 

2. 

56-99 

26-35 

3. 

Faroe 

57-69 

26-83 

4. 

Disko 

54-88 

26-15 

5. 

u 

(1)  54-81 

27-23 

6. 

Strom  t';e 

57-85 

26-09 

7. 

Bordite 

56-92 

25-14 

342.  GYROLITE.    Gurolite  Anderson,  Phil.  Mag.,  lY.  i.  101,  1851.  GyroUte. 
In  concretions,  lamellar-radiate  in  structure. 

H.  =  3— -Jr.  Lustre  vitreous  to  pearly.  Color  white.  Translucent,  be- 
coming opaque. 

Comp. — (I  Ca  +  n^)  ^i  +  II-  Analvses :  1,  Anderson  (h  c);  2,  How  (Am.  J.  Sci.,  11.  xxxiL 
13): 

Si  ^1         :\rg        Ca  Iv  H 

1.  Skye  50-70       ]-48       (rlS       33-24    14-18  =  99-85. 

2.  X.  Scotia     51-90       1-27       0-08       29-95        1-60       15-1^5  =  99-78. 

Pyr.,  etc.— In  a  closed  tube  yields  water,  intumcFces,  and  separates  into  thin  scales.  B.B. 
swells  up  and  fuses  with  difficulty  to  an  opaque  enamel. 

Obs. — From  the  Isle  of  Skye,  with  stilbite,  laumontite,  etc.;  also  X.  Scotia,  25  m.  S.W.  of  C. 
Blotnidon,  between  MargaretviUe  and  Port  George,  on  apophyllite.  Eeported  also  from  Faroe  and 
Greenland. 
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343.  LAUMONTITE.    Zeolithe  efflorescente  IL,  Tr.,  iv.  1801.    Laumonite  //.,  Tafcl.  Comp.^ 
1808.    Loniouit  Wern.,  Karsi.  Tab.,  1808.    Sohneiderite  Meneghini,  Am.  J.  Sci.,  IL  xiv.  64. 

Moiioclinic.  C=GS°  40^  /  A  /=8G°  16^  0  A  1-1=151°  9' ;  a  :  h  :  c= 
0*5 It)  :  1  :  0'8727.  Observed  planes  as  in  the  annexed  figures.  Prism  7, 
wit] I  tlie  verj  oblique  terminal  plane  the  most  common  form.  Cleav- 
ao;e  :  i-i  and  /  perfect ;  i-'i  imperfect. 

0  A  7=104°  20' 
OA{-i=l01  20 
0  A  2-^,  adj.,  =  122  59 
6>  A -1  =  148  22 

0  A  1  =  138  3 
^'4  A -1  =  113  16 
i-l  A  1  =  120  14 
-1  A  -1,  front,  =  133  28 

1  A  1,  front,  =  119  32 
i-i  A  2-z  =  125  41 

/A -1  =  135  58 
I A  1  =  117  37 
I A  2-z=113  30 
/A^-z  =  133  8 
IK  ^'4  =  136  52 

Twins  :  composition-face  i-i.    Also  columnar,  radiating  or  divergent. 

H.  =  3"5— 4.  Ct.  =  2'25  — 2-36.  Lustre  vitreous,  inclining  to  pearly  upon 
the  faces  of  cleavage.  Color  white,  passing  into  yellow  or  gray,  sometimes 
red.  Streak  uncolored.  Transparent — translucent ;  becoming  opaque  and 
usually  pulverulent  on  exposure.  Fracture  scarcely  observable,  uneven. 
Not  very  brittle.  Double  refraction  weak ;  optic-axial  plane  i-l ;  divergence 
52°  24'  for  the  red  rays ;  bisectrix  neo^ative,  makino;  an  ano-le  of  20°  to  25° 
With  a  normal  to  t-f  ;  Descl. 

Var.— Laumontite  of  Huelcroet  has  G.  =  2-29;  of  Sarnthal,  Tyrol,  2-28  (G-ericke);  of  Plauen- 
Bcher  Gruiid  (Gericke)  and  Helsingfors  (Arppe)  2-:^l  ;  of  tlie  red,  from  I.  Skje,  12-252  (J.  W.  Mal- 
let). Caporcian/te  occurs  in  pearly  monoclinic  crystals,  of  a  fiesh-red  color,  having  G.=:2-47,  and 
H.  =  o"5. 

Comp.— 0  ratio  for  R,  R,  Si,  H- 1  :  3  :  8  :  4 ;  and  for  K  +  fi,  Si,  H=l  :  2  :  1  ;  whence  the 
fomuila  ii  Ca'+f  Al)  Si^  +  3  Il^Silica  5o-9,  alumina  21-9,  lime  ir9,  water  15-3=100.  Both  in 
formula  and  crystallization  it  is  related  to  pyroxene. 

Analyses:  1,  2,  Dufrenoy  (Ann.  d.  Muies,'  111.  viii.  503);  3,  Connel  (Ed.  N".  Phil.  J.,  1829,  2S2); 
4,  5,  Babo  and  Delfts  iPogg.,  hx.  339);  6,  ]\lalaguti  and  Durocher  (Ann.  d.  Mines,  IV.  ix. 
325);  7,  Sjogren  (Pogg.,  Ixxviii.  415);  8,  Scott  (Ed.  N".  Phil.  J.,  1852,  liii.  2)^4);  9,  10,  Gericke 
(Ann.  Cli.  Pharra.,  xcix.  llo);  11,  Arppe  (An.  Finsk.  Min.,  22);  12,  J.  W.  MaUett  (Am  J.  Sci., 
II.  xxii.  179);  13,  How  (ib.,  xxvi.  30): 


Si 

^1 

Ca 

11 

1. 

Phipsburg,  Me. 

51-98 

21-12 

11-71 

15-05  =  99-S6  Dufrenoy. 

2. 

Cormayeur 

50-38 

2 1  -43 

11-14 

K;-!  5  =  99-10  Dufrenoy. 

3. 

Skye 

52  04 

21-14 

10-fi2 

] 4-92  =98-7 2  Connel.* 

4. 

 ? 

52-30 

22-30 

12-00 

14-2  =  100-8  Babo. 

5. 

. .  ? 

51-17 

21-23 

12-43 

15-17  (loss)=10U  Delflfs. 

6. 

Huelgoet 

52-47 

22-56 

9-41 

1 5-56  =  100  M.  &  D. 

7. 

TTpsala,  red 

51-61 

1906 

12-53 

14-02,  iPe  2-9t)=  100-18  Sjogren. 

8. 

I.  Storr 

53  05 

22-94 

9-G7 

14-64=100-30  Scott. 

381  382 


Mt.  Catini. 
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Si 

^1 

9. 

Sarnthal 

(i)  51-58 

20-63 

10. 

Plane  n  Grund 

51-33 

21-98 

11. 

Helsingfors,  red 

5n-44 

18-yO 

u. 

Skye,  red 

53-95 

20-13 

13. 

Port  George,  K  S. 

51-43 

21-t54 

Ca  fi 

11-  50  15-10,  0-2^,  l-57  =  100-64  Gericke. 
9-01  14-9,3,  3?e  <)-14,  Xa  3-20=100  59  Gericke. 
9-60  14-51,  Fe  2-8S,  Xa,  K  *>-UB,  Mg  1  •04=yiJ-43  A 

12-  86  12-42.  K,  Na  0  87,  Mg  <r.-- 100-23  Mallet. 
l-^-U7  15-26=l()0-44  IIow. 


An  impure  Swiss  laumontite  has  been  analyzed  by  Fellenberg  (Mitth.  Berne,  54,  1865). 

The  ^delforsite  of  Retzius,  or  the  Bed  Zeolite  of  jEdelfors^  is  referred  here  by  N.  J.  Berlin,  whc 
considers  it  impure  from  mixed  silica  (quartz),  and  related  to  the  red  zeolite  of  Upsala  analyzed  by 
him.  It  aflbrded  Eetzius  Si  6()-28,  ^1  15-42,  Ca  8-18,  Fe  4-16,  Mg  and  Mn  0-4-j,  11  1  TOT  =9i^-5:-;. 
A  similar  mineral  from  Fahlnn  yielded  Hisinger  §i  6()-0(),  Al  15-G,  Fe  1-8,  Ca  8-0,  H  11-6  =  97-0; 
while  he  obtained  for  the  J^delfors  zeolite  Si  53-76,  ^1  18-47,  Fe  4-()2,  Ca  10-'.>0.  11  1 1 -23=98-:.8, 
which  is  near  the  composition  of  laumontite.  Bischof  has  analyzed  a  pseudomorph  of  laumoutite 
after  orthoclase  (see  Orthoclase). 

Pyr.,  etc. — In  a  vacuum,  Huelgoet  laumontite  crystals,  according  to  Malaguti  &  Durocher, 
lose  in  weight  2  26  p.  c,  and,  over  sulphuric  acid,  3-85  p.  c. ;  and  regain  the  same  in  water  or 
moist  air.  Heated  up  to  100^  C,  they  lose  3-17  p.  c. ;  to  2ih)-,  6-08  p.  c. ;  to  30U',  7-28;  and  the 
remainder  of  the  water  only  at  a  red  heat.  B.B.  swells  up  and  fuses  at  2  7 — 3  to  a  white  enamel. 
Gelatinizes  with  muriatic  acid. 

Obs.— Laumoutite  occurs  in  the  cavities  of  trap  or  amygdaloid;  also  in  porphyry  and  syenite, 
and  occasionally  in  veins  traversing  clay  slate  with  calcite.  It  was  first  observed  in  1785,  in  the 
lead  mines  of  Huelgoet  in  Brittany,  by  GiUet  Laumont,  after  whom  it  is  named. 

Its  principal  localities  are  at  the  Faroe  Islands;  Disko  in  Greenland;  in  Bohemia,  at  Eule  in 
clay  slate;  St.  Gothard  in  Switzerland;  the  Fassathal,  in  large  masses  exhibiting  a  radiated 
structure ;  Sarnthal,  near  Botzen,  Tyrol ;  Plauenscher  Grund,  near  Dresden ;  Hartheld  Moss  in 
Renfrewshire,  accompanying  analcite;  the  amygdaloidal  rocks  in  the  Kilpatrick  hiUs,  near 
Glasgow ;  and  in  several  trap  rocks  of  the  Hebrides,  and  the  north  of  Ireland. 

Peter's  Point,  Xova  Scotia,  affords  fine  specimens  of  this  species.  It  is  there  associated  with 
apophyllite,  thomsonite,  and  other  species  of  this  family ;  also  at  Port  George,  N.  S.,  in  veins  some- 
times 3  in.  thick,  and  at  Margaretville,  colored  green  by  copper;  also  at  Digby  Neck  and  Long 
Point.  AJso  found  in  good  specimens  at  Phipsburg,  Maine ;  also  sparingly  at  Bradleysvihe, 
Litchfield  Co.,  Conn.,  near  a  paper-mih,  in  narrow  seams  in  gneiss;  and  at  Southbury,  Conn.,  a 
little  east  of  the  village,  on  the  land  of  Mr.  Stiles.  Abundant  in  many  places  in  the  copper  veins 
of  Lake  Superior  in  trap,  and  on  I.  Royale  ;  on  north  shore  of  Lake  J:uperior,  between  Pigeon  Bay 
and  Fond  du  Lac.  Found  also  at  Bergen  Hill,  N.  J.,  in  greenstone,  with  datolite,  apophyhiie, 
etc. ;  sparingly  at  PhiUipstown,  K  Y.,  in  feldspar  with  stilbite,  and  at  Columbia  bridge,  near 
Philadelphia. 

Alt.— Most  varieties  become  opaque  and  crumble  at  the  touch  after  exposure  to  the  ordinary 
atmosphere,  losing  1  to  2  p.  c.  of  water.  Specimens  in  cabinets  can  be  best  preserved  from  alter- 
ation by  keeping  them  in  moist  air. 

ScUneideriie  (1.  c.)  is  laumontite  from  the  serpentine  of  Monte  Catini,  Italy,  which  has  unde  -gone- 
alteration  througb  the  action  of  magnesian  solutions.  It  is  described  by  Meneghim  as  lara  aate- 
radiate  in  structure,  with  H.  =  3.  Fig.  381  represents  a  crystal  from  Mt.  Catini  (one  receiv-  d  by 
Prof.  G  J.  Brush  from  Prof  Bechi);  it  gave  the  author  the  approximate  angles /A /='  >° — 
b6'  30',  A  2-1=126',  -2-z  A  w  =  14«°  15',  /A -1=135°,  -1  A -1,  front,  =  133  ,  t-i /\  Q-i=  44\ 
The  planes  had  little  lustre,  and  that  strongly  pearly.    Bechi  obtained  in  an  analysis  (1.  c.) : 

Si  47-79       ^119-38       Mg  11-03       Ca  16*77       Xa,  K  1*63       H  3-41  =  100. 

It  fuses  B.B.  with  intumescence,  and  gelatinizes  in  cold  acids.  Occurs  with  sloanite  in 
gabbro  rosso  of  Tuscany.    Named  after  Sign.  Schneider,  director  of  the  mine  of  Mount  Catini 

Caporcianite  Savi  (Mem.  cost  fis.  Toscana,  ii  53).  Has  been  referred  to  laumontite.  : '  's 
described  by  Meneghini  as  resembling  heulandite  and  near  it  in  its  angles,  affording  (see  f. '  ^  ^ 
p.  444)  2-e  A  -2-1=  131^,  2-i  A  /=150',  with  cleavage  parallel  to  i-i  very  easy,  and  also  paralle  to 
2-1 ;  easy  parallel  to  faces  2-i  minutely  striated ;  also  in  twins;  also  imperfectly  radiated 

fohaceous.    H.  =  2'5;  G.  =  2-470;  color  flesh-red  ;  lustre  pearly. 

COMP. — Ca-^  Si^-h3  All  Si^  +  9  H,  Ramm.,  and  near  laumontite  =  Silica  53-0,  alumina  22-7,  lime 
12-4.  water  11-9=100.  Analyses:  1,  Anderson  (Ed.  PhU.  J.,  1842,  21);  -2,  Bechi  (Am.  J.  Sci,, 
IL  xiv.  62) : 

Si        ^1       ^^e        Ca       Mg      Na       K  It 

1.  62-8       21-7       0-1       11-3       0-4       0  2       I'l       13-1  =  100-7  Anderson. 

2.  52-02     22-83      —        9-68     I'll     0-25      Pll      13-17  =  100-17  Bechi. 
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B.B.  fuses  to  a  white  enamel  witliout  intumescence.  Di?solves  easily  in  acids,  and  forms  a 
jelly  even  in  the  cold.  Occurs  in  geodes  with  calcite  in  tlie  gabbro  rosso  of  Monte  de  Caporciano 
at  rimpruueta,  and  other  places  in  Tuscany.    It  is  sometimes  accompanied  by  native  copper. 

343A.  LEONIIARDITE  Blum{Fogg.,  hx.  336, 1843).  Near  laumontite,  and  probably  that  species 
Mjuoelmic     /A  I=:8:i'  30',  and  96'  3') ;  0  A  7=114°.    Cleavage  parallel  with  /  very  perfect, 

basal  imperfect.    Also  columnar  and  granular. 
H.  =  3  — 3-5.    G-.=:2-25.    Lustre  of  cleavage-face  pearly,  el-^ewhere  vitreous.  White,  sometimes 

yellowish,  seldom  brownish.    Subtranslucent.    Usually  whitens  on  exposure  hke  laumontite. 
Analyses:  1,  Delffs  (Pogg.,  lix.  336,  339);  2,  Babo  (ib.);  3,  4,  G.  0.  Barnes  (Am.  J.  Sci.,  II.  xv. 

440): 


Si 

^1 

Ca 

H 

1. 

Schemnitz 

56-128 

22-980 

9-251 

11-641  =  100  DelfFs. 

2. 

55-00 

24-36 

10-50 

12-30  =  102-16  Babo. 

3. 

Copper  Falls 

55-96 

'21  04 

10-49 

1  1 -93  =  99-42  Barnes. 

4. 

55-04 

22-34 

10-64 

11-98=99-95  Barnes. 

These  results  afford  the  following  0.  ratios  for  E,  K,  Si,  Tl:  (1)  1  :  4  :  IH  :  4^ ;  (2)  1  :  4 : 
10  (3,  4)  1  :  3^  :  10  :  3^.    Delffs'  analysis  was  made  after  drying  the  mineral  at  100°  C. ; 

dried  at  the  ordinary  temperature  it  gave  13-547  —  13-807  water,  which  corresponds  to  the  above 
formula.    B.B.  exfoliates,  froths,  and  easily  melts  to  an  enamel.    Dissolves  in  acids. 

From  a  trachytic  rock  at  Schemnitz  in  Hungary ;  at  Piitsch  in  an  earthy  chlorite,  and  near 
Predazzo  in  the  Fleims  Vahey,  Tyrol,  in  a  melaphyre.  Also  at  Copper  Falls,  Lake  Superior 
region,  a  variety  which  alters  but  little  on  exposure. 

Lewiustein  has  analyzed  two  altered  specimens  from  the  copper  mines  of  Lake  Superior  (ZS. 
Ch.  u.  Pliarm.  1860,  11),  one  (A)  containing  76  p.  c.  of  the  mineral,  the  other  (B)  81-61  p.  c,  the 
rest  impurity ;  A,  of  a  brownish-red  color,  and  B,  greenish,  afforded,  impurity  excluded : 

Si  ^1         ¥e       Mg        Ca        Na  '       K  H 

A.  57-92       l(rl9       1-19       1-13       4-59       1-14       2-58       21-26  =  100. 

B.  55-21       22-58       2-55        I'Sl       0-98       3  45       3-41       10-51  =  100. 

A  gives  nearly  the  0.  ratio  1:2:12:8;  and  B,  1  :  5  :  13  :  4-3. 

344.  CATAPLEIITE.    Katapleiit  Weihye  &  Sjogren,  Pogg.,  Ixxix.  299,  1850. 

Hexagonal.  In  tliin  tabular  hexagonal  prisms,  with  the  basal  edges  re- 
placed by  the  planes  1,  2,  4 ;  OM  =  Ur  4:',  6>  A  2=122°  40',  6>  A  4=107° 
47'.    Cleavage :  lateral  (/)  perfect ;  2,  distinct.    Also  massive. 

H.  near  6.  G.  — 2'8.  Lustre  nearly  dull,  weak  vitreous  on  surface  of 
fracture.    Color  light  yellowish-brown.    Streak  isabella-yellow.  Opaque. 

Oomp.— 0.  ratio  for  R,  Ij,  gi,  11=1 :  2  :  6  :  2;  for  R+B,  Si,  11=1  :  2  :  f;  whence  the  for 
mula     R'^+|Zr)Si^+HH.    Analyses  by  Sjogren  (1.  c): 

Si  Zr         ^1         Na        Ca        ^'e  H 

1.  4^'.-83       29-81        0-45       10  83       8-61       0-63       8-66  =  101-02. 

2.  46-52       29-33       1-40       10-06       4-66       0-49       9-05  =  101-51. 

Pyr.,  etc. — In  the  closed  tube  yields  water.  B.B.  in  the  platinum  forceps  fuses  at  3  to  a  white 
enamel ;  witli  borax  a  clear  colorless  glass.  Easily  soluble  in  muriatic  acid  without  gelatinizing ; 
the  dilute  acid  solution  colors  turmeric  paper  orange-yellow  (reaction  for  zirconia). 

Obs. — From  the  island  Lamoe  near  Brevig,  Norway,  along  with  zircon,  leucophanite,  mosan- 
drite,  and  tritomite. 

On  the  crvstallization  see  H.  Dauber,  Pogg.,  xcii.  239. 

345.  DIOPTASE.  Achirit  B.  F.  J.  Hermann,  1788,  K  Act.  Petrop.,  xiii.  339,  1802.  Erne- 
raudine  Delameih.,  T.  T.,  ii.  230,  1797.  Kupfer-Schmaragd  Wern.,  1800,  Ludwig,  i.  53,  233,  1803. 
Dioptase  H.,  Tr.,  iii.  1801.    Emerald-Copper  Jameson.    Smaragdo-Chalcit  MoJis.,  Gundr.,  1824. 
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i?  A  i?=12G°  21'  ;    OA  7?=zl48°  38'  ;  «=0-528t. 

Observed  planes :  rhombohedral,  1  {B\ 
2,  -2 ;  hemi-scalenohedral  on  three  al- 
ternate edges,  as  in  the  figure,  with  also 
2^ ;  also  1^ ;  prismatic,  ^-2,  ^-|-,  ^-4,  i 
the  last  three  hemihedral. 


6>  A  2=129°  21' 
i-2  A  ^'-2  =  120 
2  A  2  =  95  54 
2  A^-2  =  132  3 
2' A^-2  =  151 


i-^  A  ^-2=165°  M' 
^'-}  A^-2=169  6 
1^  A  ^-2=146  36 
-2  A  ^=137  57 
^•-2  A  i?=126  48 


Color  emerald-o^reen. 


Cleavage :  Jo  perfect.  Twins  :  compo- 
sition-face Ji.    Also  massive. 

K  =  5.  G.  =  3-278-3'348.  Lustre 
Streak  screen.    Transparent — subtrans- 


Yitreous. 

lucent.  Fracture  conchoiclal,  uneven.  Brittle.  Double  refraction  strong, 
positive. 


Cr^mp.- 
11-4=100. 

4S5); 


-0.  ratio  for  Cu,  Si,  5=1  :  2  :  1;  C/U  Si +  ![= Silica  R8-2,  oxyd  of  copper  50'4,  water 
Analyses  :  1,  2,  Hess  (Pogg.,  xvi.  360)  ;  3,  4,  Damour  (Ann.  Ch.  Phys.,  III.  x. 


12-29,  Fe  2-00=99-Y8  Hess. 
11-52,  Xl  2-36,  Ca  3-:i8,  Mg  0-22  =  99-43  Hess. 
11-40,  3Pe  0-42,  Ca  C  0-35=98-'?4  Damour. 
11-27  =  99-71  Damour. 


Si 

Cu 

1. 

36-60 

48-89 

2. 

36-85 

45-10 

o 

36-47 

50-10 

4. 

36-93 

49-51 

Pyr.,  etc. — Like  chrysocolla,  but  gelatinizes  witli  muriatic  acid. 

Obs. — Dioptaso  occurs  disposed  in  well  defined  crystals  and  amorphous  on  quartz,  occupying 
seams  in  a  compact  limestone  west  of  the  hih  of  Altyn-Tubeh  in  the  Kirghese  Steppes.  Also  re- 
ported as  found  in  the  Duchy  of  Nassau,  between  Oberlahnstein  and  Braubach. 

Breithaupt  found  for  tlie  angle  B  a  B  125"  55  ;  and  Kokscharof,  after  careful  measurement, 
adopts  this  value  (Buh.  Ac.  St.'^Pet.,  ix.  240)'. 

Named  by  Haiiy  dioptase,  from  rif/,  ihroug'h,  and  (mrojiai^  to  see,  because  the  cleavage  directions 
were  distinguishable  on  looking  through  the  crystal. 

Named  Achirite  after  Achir  Mahmed,  a  Bucharian  merchant,  living  at  the  fortress  of  Semipa- 
latna  on  the  Irtish,  who  had  procured  it  in  the  region  where  it  occurred,  and  who  furnished  the 
specimens  that  were  taken  in  1 785  by  Mr.  Bogdanof  to  St.  f'etersburg.  Although  lirst  named 
by  Hermann,  his  description  was  not  given  to  the  St.  Petersburg  Academy  before  1800,  and  the 
volume  containing  it  was  not  published  until  1802,  a  year  after  the  appearance  of  Hauy's  work. 


346.  OHRYSOCOLIiA.  Chrysocolla  pt.  Theophr.,  Biosc,  Plin.  Chrysocolla  pt.,  Casruleum  pt.. 
Germ.  Berggrun,  Agric,  Foss.,  1546.  Cieruleum  montanum  pt.  Wall,  Min.,  280,  1*747;  C. 
montanum,  Yiride  montanum  pt,  Cronst,  Min.,  172,  1758.  Mountain  Blue  and  Mounta'u 
Green  pt.  Bleu  de  Montague,  Vert  de  Montague,  Bleu  do  Cuivre,  Vert  de  Cuivre,  Fr.  Kup- 
fergriin  Wern.,  Bergm.  J.,  382,  1789;  KarsL,  Tab.,  46,  1800,  62,  1808.  Cuivre  carbonate  vert- 
pulverulent,  K,  Tr.,  1801;  Tab!.,  1809.  Kieselkupfer  Klapr.,  Beitr.,  iv.  36,  1807.  Vert  de 
Cuivre,  ChrysocoUe,  Brochani,  Min.,  ii.  203,  18u8.  Kieselmalachit  Hausm.,  Handb.,  1813.  Kiesel- 
kupfer Z-eo?2/i.,  Handb.,  1821.  C.  hydrosiliceux  Cuivre  hydrate  silicifere,  Hydrophane  cui- 
vre ux,  i^/-.  Somervillite  (fr.  N.  J.)  Z>M/r ,  Min.,  iii.  147,  1847.  Dillenburgite.  Kupferpenherz  pt. 
Hoffm.  Min.,  iii.  b,  103,  1816;  Hepatinerz  Breith.,  Char,  224,  1832;  Pechkupfer  ffausm., 
Handb.,  372,  1847.  Llanca  Chilian  Miners.  Demidovit  K  Nordensk ,  BuU.  Soc.  Nat.  Moscou, 
xxix.  l28,  1856.    Asperolite  Rerm.,  ib.,  xxxix.  68,  1866. 
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Cryptociystalline  ;  often  opal-like  or  enamel-like  in  texture  ;  eurtlij. 
Incrusting,  or  filling  seams.    Sometimes  botiyoidal. 

H.  =  2— G.  =  2— 2-238.  Lustre  vitreous,  shining,  earthy.  Color 
mountain-green,  bluish-green,  passing  into  sky-blue  and  turquois-blue ; 
brown  to  black  when  impure.  Streak,  when  pure,  white.  Translucent — 
opaque.  Fracture  conchoidal.   Rather  sectile ;  translucent  varieties  brittle. 

Comp. — Composition  varies  much  through  impurities,  as  with  other  amorphous  substances, 
resulting-  from  the  alteration.  As  the  sihca  has  been  derired  from  the  decomposition  of  other 
silicates,  it  is  natural  that  an  excess  should  appear  in  many  analyses._ 

True  chrysocolla  appears  to  correspond  to  the  0.  ratio  for  Cu,  Si,  H,  1:2:  •2  =  CuSi-(-2  H 
=Silica  o4-2,  oxjd  of  copper  45-'S,  water  20'5  =  hn^,  the  water  being  double  that  of  dioptase.  But 
some  analyses  attbrd  1  :    :  3  =  Cu  Si  +  3  H  (anal  13),  and  1  :  2  :  4  =  Cu  §i+H  (anah  11). 

Impure  chrysocolla  may  contain,  besides  free  silica,  black  oxyd  of  copper,  oxyd  of  iron  (or 
limonite),  and  oxyd  of  manganese  ;  and  consequently  vary  in  color  from  bluish-green  to  brown  and 
black,  the  last  especially  when  oxyd  of  manganese  or  of  copper  is  present.  Other  kinds  are  impure 
with  carbonate  or  sulphate  of  copper ;  and  others  with  oxyds  of  lead,  antimony,  arsenic,  etc. 

Analyses :  1,  v.  KobeU  (Pogg ,  xviii.  254) ;  2-4,  Berthier  (1.  c.) ;  5,  Bowen  (Am,  J.  Sci.,  viii.  IS) ;  6, 
Beck  (Am.  J.  Sci.,  xxxvL  111);  7,  Scheerer  (Pogg.,  Ixv.  289);  8^  C.  T.  Jackson  (This  Min.,  52o, 
1850);  9,  Joy  (Ann.  Lyc.  N.  Y.,  viil  12());  lu,  Rammelsberg  (J.  pr.  Ch.,  Iv.  488,  Pogg.,  ]xxxv. 
3'iii):  11,  Xordenskiold  (Kamm.  Min.  Ch.,  552);  12,  J.  L.  Smith  (GiUiss's  Exped.,  ii.  92 j;  1;;.  P. 
Field\PhiL  Mag.,  IV.  xxii.  361) ;  14,  fcittredge  (Pogg.,  Ixxxv.  30U) ;  15,  Domeyko  (Miu.,  145,  1845): 


Si 

Cu 

H 

3Fe 

1.  Bogcslovsk 
2. 

36-34 

40-00 

20-20 

1-00,  gangue  2-10  =  99-84  Kobell. 

35-0 

39-9 

3  0,       "        1-1  =  100  Berthier. 

3.  Canaveilles,  Pyr. 

2H-0 

41-8 

23-5 

2-n,       "        2-5,  C  3-7  =  1(10  Berthier. 

4.  Somerville,  N.  J. 
5. 

85-4 

35-1 

28-5 

 .      '-        1-0=100  Berthier 

37-25 

4.--17 

17-00 

 =99-42  Bowen. 

6.  Franklin,  N.  J. 

40-00 

42-60 

16-Ott^ 

1-40  =  100  Beck. 

7.  Arendal,  Norway 

35-14 

43-07 

20-36 

 .  ^e,  Al.  Ca,  K  1-09  =  99-66  Scheerer. 

8.  Copper  Harbor 
9. 

37-85 

27-97 

20-00 

8-90,  Al  4-8  =  99-55  C.  T.  Jackson. 

32-uO 

32-75 

26-50 

7 -7  5'*  =  99 -00  Jov. 

in.  Lake  Superior 

3255 

42-32 

20-68 

l-63^\  Ca  1-7C.,  Mg  1-06  =  100  Eamm. 

11.  Nischne  Tagilsk 

31-45 

37-31 

31-18 

0-40  =  I( )0-34  XordenskiOld. 

12.  Chili 

31-35 

42-51 

21-62 

1-97,  Al  2-83  =  100-28  Smith. 

13.  Coquimbo 

28-21 

39-50 

24-52 

2-tS()^  Al  4-vi7=  100  Field. 

14.  Chili 

4U-09 

27-97 

24-73 F4-94,  Ca  1*49,  Mg  0-78=100  Kittredge. 

15.    "  hh.-gn. 

52-2 

29-5 

16-7 

1-2=99-6  Domeyko. 

a  Loss  included. 

b  With  some  0^. 

The  mineral  from  Somerville,  N.  J.,  as  described  by  Berthier  (Ann.  Ch.  Phys.,  li.  395),  is  of  three 
varieties:  (1)  a  thin,  green,  transparent  incrustration ;  (2)  a  bluish-green  earthy  mineral,  very 
tender  and  light,  becoming  transparent,  like  hydrophane,  in  water;  and  (3)  a  pale  greenish-blue 
massive  material,  hard  enough  to  scratch  glass,  and  to  be  pohshed  for  jewelry ;  and  he  observes 
that  the  chrysocolla  is  nearly  pure  in  the  first,  but  is  mixed  with  opal-silica  in  much  of  the 
second  kind,  and  with  opal-sUica  and  ordinary  silica  in  the  last.  Berthier's  analysis  (No.  4  above) 
was  made  on  a  specimen  of  the  second  kind,  and  according  to  him  probably  contained  8  p.  c. 
of  opal-silica  in  a  state  of  mixture.  Berthier,  allowing  tor  8  p.  c.  of  free  sUica  in  this  analysis,  sug- 
gests that  the  composition  may  be  Cu  Si  4-4  H,  while  Bowen's  earher  analysis  (5)  gives  Cu  Si-t- 
2  H.  Berthier's  mineral  has  been  named  (without  sufficient  reason)  SomerviUife,  and  the 
analysis  has  generally  been  taken  as  expressing  directly  his  view  of  the  comiDOsition.  Berthier 
gives  an  analysis  also  of  the  liard  chrysocolla  of  Somer\ille  {third  kind)  to  show  that  there  is  in 
these  ores  free  silica.  He  obtained  (1.  e.)  Sdica  28-9,  oxyd  of  copper  6-1,  water  G-7,  oxyd  of  iron 
0*4,  silica  soluble  in  the  alkalies  57-9=100. 

'ihe  specimen  for  Xo.  13  had  a  fine  turquois-blue  color,  and  was  from  Tambillos  near  Coquimbo. 

Bemidojjite  occurs  at  Tagilsk,  Urals,  in  mammillated  crusts  of  a  sky-blue  color,  and  afforded  1\. 
Xordenskiold  (1.  c.)  Si  31-55,  Al  0-53,  Cu  33-14,  Mg  3-15,  H  23-03,  P  [10-22]=  100. 

Hermann  has  given  (1.  c.)  the  name  Asptrolite  to  an  amorphous  mineral  from  Tagilsk,  Russia.  It 
occurs  in  reniform  masses  of  the  size  of  the  fist,  of  a  bluish-green  color,  conchoidal  fracture, 
smooth  and  lustrous.  Brittle.,  H.  =  2-5;  G.  =  2-306.  Analysis  afforded  him  Si  3l-'.^4,  Cu  40-?;], 
H  27-25  =  100.  0.  ratio  for  11,  Si,  H=l  :  2  :  3.  He  considers  it  one  of  a  series  of  silicates  of 
copper,  consisting  of  dioptase,  chrysocolla,  asperolite,  and  a  mineral  described  by  Xordenr.kibld, 
containing  respectively  1,  2,  3,  and  4  eq.  H.    Xamed  asperolite  on  account  of  its  great  brittleness. 
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The  following  are  analyses  of  other  impure  varieties;  1,  TJllraann  (Syst.  tab.  Uebers.,  2T5);  2, 
Klaproth  (Beitr.,  iv.  34);  3,  Thomson  (Min.,  i.  1836);  4,  v.  Kobell  (J.  pr.  Ch.,  xxxix.  209);  5, 
Damour  (Ann.  d.  M.,  III.  xii.) ;  6,  Rammelsberg  (Min.  Ch.,  552) ;  7,  Berthier  (Ann.  d.  M..  III.  xLs 
698) ;  8,  Domejko  (Min.,  1860,  139) ;  9,  F.  Field  (Phil.  Mag.,  lY.  xxii.  361) ;  10, 11,  Domeyko(l.  c.) 


Si 

Cu 

EE 

Fe 

1.  Dillenburg 

40 

40 

12 

 ,  C  8  =  100  TJlhnann. 

2.  Turjmsk,  grten 

26 

50 

17 

 ,  C  7  =  100  Klaproth. 

3.  ? 

25-31 

54-46 

5-25 

 ,  C  14-98  =  100  Thomson. 

4.  Turjinsk,  broiun 
5. 

9-66 

13-00 

18-00 

59-00=99-66  KobeU. 

17-95 

12-12 

20-55 

50-85  =  101-47  Damour. 

6.  Mexico 

27-74 

36-07 

16-70 

17-46,  Ca,  Mg  0-40  =  98-37  Rammelsberg. 

7.  Chih 

7-1 

46-8 

15-0 

1-5,    S  10-1.  gangue  18-5  =  99  Berthier. 

8,    "  black 

15-00 

26-33 

15-02 

3  05,  Mn  39-80  =  99-20  Domeyko. 

9     "  " 

18-90 

24-71 

15-52 

0-23,  Mn  40-28  =  99-64  Field. 

lo!  "  " 

18-3 

61-2 

17-1 

2-9=99-5  Domeyko. 

11.  " 

10-33 

75-55 

12-13 

1-26,  Ca  0-40,  Mg  0-33  =  100  Domeyko. 

Nos.  1  to  3  contain  some  carbonate  of  copper ;  and  1  has  been  named  DillenburgUe.  Nos.  4  to 
6  are  Kupferpecherz  (or  Hepatinerz),  a  brown  variety  containing  much  limouite  as  impurity;  No.  7 
contains  25  p.  c.  of  sulphate  of  copper ;  Nos.  8,  9  contain  oxyd  of  manganese,  and  are  black  in  color  ; 
Nos.  10,  11  include  black  oxyd  of  copper.  Nos.  7  to  11  are  all  from  the  vicinity  of  Coquinjbo. 
The  cupreous  variety  abounds  especially  at  the  Higuera  qjines;  and  10  is  from  the  Cortadero 
mine ;  1 1  from  the  BriUador. 

The  chrysocoUa  of  Rochlitz,  in  the  Riesengebirge,  afforded  Herter  &  Forth  (Jahrb.  G-.  Reichs.,  x. 
10)  Si  4-i-it3— 4:5-43,  Cu  16-11—29-37,  1-73—5-05,  2;n  7*43— 0-50.  6a  2-00—1-54,  Mg  4-46— 
0-33,  ^1  5-56— 9  85,  Pe  l(i-07— 2-08,  H  9-23-8-61,  and  32  p.  c.  of  antimonic  and  arsenic  acids. 

Delesse  finds  some  recent  stalactitic  formations  of  a  bluish-white  color,  occurring  in  the  galleries 
of  a  copper  mine  in  Tuscany  (Ann.  d.  M.,  IV.  ix.  593),  to  consist  of  Silica  21-08,  alumina  17 •8;'-, 
oxyd  of  copper  28*37,  water  32-72  =  100. 

Pyr.,  etc.— In  the  closed  tube  blackens  and  yields  water.  B.B.  decrepitates,  colors  the  flame 
emerald-green,  but  is  hifusible.  With  the  fluxes  gives  the  reactions  for  copper.  With  soda  and 
charcoal  a  globule  of  metallic  copper.    Decomposed  by  acids  without  gelatiuizatiou. 

Obs. — Accompanies  other  copper  ores,  occurring  especially  in  the  upper  part  of  veins. 

Bischof  observes  (Lehrb.,  ii.  1«85)  that  silicate  of  copper  may  be  formed  through  the  action  of 
an  alkaline-,  Ume-,  or  magnesia-silicate  on  sulphate  or  nitrate  of  copper  in  solution.  He  also 
shows  that  this  silicate  is  decomposed  by  carbonated  waters,  producing  carbonate  of  copper.  The 
alkaline  silicates  are  furnished  by  the  decomposing  granite,  and  the  sulphate  of  copper  by  altered 
pyrilous  copper.  ButL.  Sasmann  communicates  to  the  author  that  he  has  seen  specimens  of  chryso- 
coUa from  Chih,  which  have  in  the  interior  the  fibrous  structure  and  composition  of  pure  mala- 
chite, showing  that  the  whole  was  once  malachite.  The  chry&ocoUa  analyzed  by  Scheerer  (auaL 
7)  occurs  with  feldspar,  and  is  supposed  to  have  resulted  from  the  action  of  sulphate  of  copper 
on  the  feldspar.  Some  specimenn  of  the  chrysocolla  are  translucent  and  brittle  on  one  part,  and 
earthy,  like  decomposed  feldspar,  on  the  opposite. 

Found  in  most  copper  mines  in  Cornwall ;  at  Libethen  in  Hungary;  at  Falkenstein  and  Schwatz 
in  the  Tyrol ;  in  Siberia ;  the  Bannat ;  Thuringia ;  Schneeberg,  Saxony  ;  Kupferberg,  Bavaria ; 
South  Australia;  Chili,  etc. 

In  Somerville  and  Schuyler's  mines.  New  Jersey,  at  Morganto^\Ti,  Pa.,  and  at  Wolcottville, 
Conn.,  chrysocoUa  occurs  associated  with  red  copper  ore,  native  copper,  and  green  malachite ;  in 
Pennsylvania,  near  Morgautown,  Berks  Co.;  atPerkiomen;  at  Cornwall,  Lebanon  Co. ;  also  with 
similar  associated  minerals,  and  with  brown  iron  ore,  in  Nova  Scotia,  at  the  Basin  of  Mines ; 
also  in  AVisconsin  and  Michigan,  mixed  with  carbonate  of  copper. 

ChrysocoUa  is  from  yovw^^  rjold^  and  x6X\a,  glue,  and  was  the  name  of  a  material  used  in  soldering 
gold.  The  name  is  often  applied  now  to  borax,  which  is  so  employed.  But  much  of  the  ancient 
chrysocolla  was  a  green  stone  containing  copper  as  the  coloring  ingredient,  and  the  best,  as  Dios- 
corides  says,  was  that  which  was  /far.i/coow?  -panic^nvan,  or  of  a  tine  leek-green  or  prase  color;  and 
the  island  of  Cyprus,  which  was  nam.ed  from  its  copper  mines,  was  a  prominent  locaUty.  Pliny 
says  the  mineral  was  named  after  the  real  chrysocolla.  because  it  looked  like  it.  It  may  have  in- 
cluded carbonate  of  copper,  as  was  true  to  some  extent  of  the  chrysocolla  and  mouniain-green  of 
*  the  J  6th,  17th,  and  18th  centuries.  The  cceruleum  montanum  of  WaUerius  included  both  chryso- 
colla and  an  earthy  variety  of  the  carbonate. 

347.  ALIPITE.    Pimelit  Schmidt,  Pogg.,  Ixi.  388,  1844.    Alipit  GlocTc,  1845. 

Massive;  eartliv.  ^ 
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H.=2*5.  G.  =  1'44— 146,  Schmidt.  Color  apple-green.  ]^ot  "anctiiou?. 
Adlieres  to  the  tongue. 

Comp. — 0.  ratio  for  R,  Si,  H,  1  :  3  :  i-,  nearlj^;  whence  (^H+|(Xi,  Mg))  Si,  if  the  water  be 
basic;  according  to  Schmidt  (1.  c),  Si  54-6^,  ^1  0'30,  Ni  32-G6,  Fe  ri3,  Mg  5-89,  Ca  O'lG,  H  0*23 
=  100. 

From  Silesia. 

Named  from  the  Greek  d\inn(^  not  greasy. 

348.  CONARITE.    Konarit  Breiih.,  B.  H.  Ztg.,  xviii.  1,  1859. 

Monoclinic  ?  In  small  grains  and  crystals,  with  perfect  brachydiagonal 
cleavao'e,  and  supposed  to  be  like  vivianite  in  crystallization. 

H.  =  2-5-3.  G.==2-459-2-619.  Color  yellowish,  pistachio- and  siskin- 
j^reen,  olive-green.    Streak  siskin-green.    In  thin  lamellae  translucent. 


agile. 


Comp. — 0.  ratio  for  Xi,  Si,  H=l  :  3  :  1|,  nearly;  whence  (^H+fXi)  Si  +  fH,  if  a  third  of  the 
water  be  basic.    Analysis  by  Winkler  (B.  H.  Ztg.,  xxiv.  335) : 

Si        ^1       3Pe       M       Co       H         ^       As  S 
43-6       4-6       0-8       35  8       0-6       ll'l       2-7       0-8       tr.  =  \O0. 

Obs. — Occurs  at  the  Hanns  George  mine,  at  Rottis,  in  Saxon  Yoigtland,  witli  rottisite. 
Named  from  Koi^apui,  evergreen. 

349.  PICROSMINE.    Pikrosmin  Eaid.,  Miu.  Mohs.,  iiL  157,  1825. 

Orthorhombic.  Cleavable  massive.  Also  columnar  or  fibrous.  Cleav- 
age :  in  traces,  parallel  to  a  prism  of  117°  49' ;  perfect  parallel  to  i-l,  less 
so  parallel  to  i-l. 

li.  =  2'o  — 3.  G.  =  2*00,  cleavable  massive  ;  2*590,  columnar.  Lustre  of 
cleavage-lace  pearly,  elsewhere  vitreous.  Color  greenish-white  ;  also  dark 
green,  gray.  Streak  white.  Subtranslucent — opaque.  Odor  l)irter  argil- 
hiceous  when  moistened.  Doul)le  refraction  strong;  optical  axes  in  the 
columnar  variety  in  a  longitudinal  plane  ;  bisectrix  negative,  normal  to  the 
side^  of  the  columns. 

Comp. — 0.  ratio  for  R,  Si,  H=l  :  2  :  i;  Mg  Si +  |  H= Silica  55-1,  magnesia  36*7,  water  82  = 
100.    Analysis  by  Magnus  (Pogg.,  vi.  53)  ; 

Si  54-89    a^l  0-79    Fe  1'40    Mn  0-42    Mg  34*35    H  7-30  =  98-15. 

Pyr.,  etc. — In  the  closed  tube  some  ammonia  given  off  with  the  water ;  the  assay  black- 
ens and  has  a  burnt  smell.  B.B.  on  charcoal  whitens  without  fusing.  With  borax  slowly  dis- 
solves to  a  transparent  glass  ;  atlbrds  a  glass  with  httle  soda,  and  an  infusible  slag  if  the  soda  be 
increased.    A  pale  and  indistuict  red  with  cobalt  solution. 

Cbs. — Associated  with  ma  ,netic  iron  ore  at  the  iron  mine  of  Engelsberg,  near  Pressnitz  in  Bo- 
hemia.   The  fibrous  variety  resembles  asbestus. 

Named  from  -iKoiU,  Intter,  and  '  -i/^  ,  odor. 

Haidinger  instituted  the  species  on  the  physical  characters  and  cleavage  of  the  massive  and 
fibrous  mineral,  without  a  knowledge  of  the  chemical  composition  ;  and  he  suggests  that  much  of 
common  asbestus  may  belong  to  it. 

The  talcose  or  chlontic  schist  of  Greiner  in  Tyrol,  and  the  limestone  of  the  vicinity  of  Waldheiin, 
Saxony,  are  reported  as  other  localities.  Descloizeaux  obtained  the  above  optical  characters  from 
ihe  Pressnitz  mineral,  and  also  from  another  from  Zermatt. 

350.  SPADx^ITE.    V.  Kobell,  Gel.  Anz.,  Miinchen,  xvii.  945,  1843,  J.  pr.  Ch,,  xxx.  467. 

Massive,  amorphous. 
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H.  =  2'5.  Lustre  a  little  pearly  or  greasy.  Translucent.  Color  reddish, 
approacliing  flesh-red.    Fracture  imperfect  conchoidal  and  splintery. 

Comp.— 0.  ratio  for  It,  Si,  fi[=5  :  12  :  4;  whence,  if  a  fourth  of  the  water  is  basic,  (f  ]yig+^ 
fi j  Si+i  H.    Analysis  by  v.  Kobell : 

Si  56-00       ^10-66       Fe  0  66       Mg  30-67       H  1 1  •34=99-33. 

Pyr.,  etc. — In  the  closed  tube  yields  much  water  and  becomes  gray.  B.B.  melts  to  a  glassy 
enamel.    Dissolves  in  concentrated  muriatic  acid,  the  silica  easily  gelatinizing, 

Obs. — From  Capo  di  Bove,  near  Rome,  filhng  the  spaces  among  crystals  of  wollastonite,  in  leu- 
citic  lava. 

Xamed  after  Sign.  Medici  Spada. 

QuixciTE. — The  qumciie  of  Berthier  is  in  hght  carmine-red  particles  disseminated  through  a 
limestone  deposit. 

Comp. — SUica  54,  magnesia  19,  protoxyd  of  iron  8,  water  1Y  =  98.  From  near  the  village  of 
Quincy,  France.  Strong  concentrated  acids  dissolve  the  magnesia  and  iron,  and  leave  the  sHica 
in  a  gelatinous  state.    The  color  is  attributed  to  organic  matter. 

351.  Ptrallolite  pt.  352.  Piceophtll.  353.  Traversellite.  354.  Pitkarandite.  355. 
Steakoxitzite.    356.  Moxradite. 


These  are  names  of  pyroxene  in  different  stages  of  alteration,  between  true  pyroxene  and  either 
serpentine  or  steatite.    For  analyses  and  descriptions,  see  under  that  si^ecies  (p.  221). 


357.  NEOLITE. 

In  silky  fibres  stellately  grouped  ;  also  massive. 

H.  =  l— 2.  G.— 2*77,  after  drjdng.  Color  green.  Lustre  silky  or 
earthy. 

_  Comp.— 0.  ratio  for_R,_R,  Si,  ^  about  3  :  1  :  6  :  H;  whence  the  formula  Mg Si  +  ^H [  +  ^2^1 
H^].  Perhaps  (]&^,  fi,  H^)  Sil  As  the  mineral  is  formed  through  the  agency  of  infiltrating  waters 
through  rocks  containing  magnesia,  it  is  not  safe  to  assume  that  there  are  no  impurities  present. 
Analyses:  1-3,  Scheerer  (Pogg.,  Ixxxiv.  373);  4,  Richter  (ib.): 

Si       ^1       Fe     Mn     Mg     Ca  H 

1.  Arendal     52-28     7-33      3*79    0-89    31-24    0  28  4-04=99-85. 

2.  "  47-35    10  27      7-92    2-64    24-73    6-28  =  99-19. 

3.  Eisenach    51-35     9-02      0-79    30-19    1-93  6-50=99-78, 

4.  "  51-44      8-79  3PeO-88    31-11    2-00    6-50  =  100-72 


Obs. — Occurs  in  the  iron  mines  of  Arendal,  and  in  cavities  in  basalt  near  Eisenach.  Also 
compact  massive  and  earthy  in  fissures  at  Rochlitz  in  the  Riesengebirge,  Bohemia,  of  a  pis- 
tachio-green color,  or  brownish ;  Gr.  =  2-625  to  2-837.  Herter  &  Forth  (Jahrb.  G-.  Reichs,  x.  19) 
observe  that  this  variety  contains  oxyd  of  zinc,  oxyd  of  iron,  lime,  alumina,  and  copper,  as  im- 
purities. 

Xanied  from  vioi,  new,  and  Ai9^j,  stone. 


358.  PALIGORSKITE.    Paligorskit  T.  v.  Ssaftschenkof,  Verb.  Mm.  St.  Pet.,  1862,  102. 

Fibrous.    Soft,  but  tough,  and  hence  with  great  diflSculty  pulverized.   G.  =  2-21'7.   Color  white. 

Comp, — 0,  ratio  for  'k,  Ji,  Si,  H,  after  excluding  8^  p.  c.  of  what  is  called  hygroscopic  water, 
1:2-5:8:  3, 

Analysis  by  Ssaftschenkof  (1,  c):  Si  52-18,  Al  18-32,  Mg  8-19,  Ca  0*59,  H  12-04,  hygrosc.  water 
8-46=99-84.    B.B.  ibfusible.    Not  acted  on  by  the  acids. 

From  the  Permian  mining  district  of  the  Ural,  "in  der  Pahgorischen  Distanz"  of  the  second 
mine  on  the  river  Popovka.    Probably  an  altered  asbestus. 

359.  Xylotile  Glocker,  Synopsis,  97,  1847  {Bergholz,  of  Sterzing,  and  Holzashesi\  approaches 
the  above  in  constitution,  but  is  probably  only  an  altered  asbestus.  It  occurs  delicately  fibrous  ; 
glimmeriug  in  lustre  ;  wood-brown,  lighit  or  dark,  and  also  green  in  color;  with  G.  =  2-4— 2-45  for 
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the  brown,  and  2'56  for  the  greenij?h,  Kenngott.  Thaulow  obtained  (Pogg.,  xli.  635)  Si  55-58,  ^1 
0-04,  Fe  19-44,  Mg  15'50,  Ca  O'lO,  H  10  27  =  7y93.  Von  Hauer  finds  (Sitz.  AYien.  Akad.,  xl  388): 


Si 

¥e 

Fe 

Mg 

Ca 

IT 

1. 

44-31 

17-74 

3-73 

8-90 

2-27 

21-5'7 

2. 

45'o3 

18-03 

3-36 

11-08 

ir. 

22-01 

3. 

47-96 

16-.»5 

1-^7 

12-37 

ir. 

21  64 

Of  the  water  in  the  analyses,  9-20,  7-90.  and  8-13  p.  c.  passed  off  at  100'  C. ;  and,  excluding  the 
mean  of  these  determinations,  reduces  the  mean  of  the  above  results  to  Si  50-43,  Fe  18*97,  Fe 
3-28,  ilg  11-82.  Ca  u-6o,  H  14  03  =  99-98. 

Kenngott  considers  it  as  probably  altered  chrysotile. 

XijUte  of  Hermann  is  also  probably  only  a  hydrous  asbestus.  It  has  a  brown  color  and  asbesti- 
form  structure.  Hermann  obtained  (J.  pr.  Ch.,  xxxiv.  IbO,  1845),  Si  44*06,  Fe  37-84,  Ca  Q'bS,  Mg 
5-42,  Cu  1-36,  H  4-70  =  99-96.    H.=3.    G.  =  2-935. 

360.  ANTHOSIDERITE.    ffausm.,  Gel  Anz.  Gott.,  281,  1841. 

In  tufts  of  a  fibrous  structure,  and  sometimes  collected  into  feathery 
flowers.    Resembles  cacoxeiie. 

H.  =  6'5.  G.  =  d.  Lustre  silky,  a  little  chatoyant  on  a  fresh  fracture. 
Color  ochre-yellow  and  3'ellowish-brown,  somewhat  grayisli,  rarely  white. 
Powder  brown  to  colorless.  Opaque  or  slightly  subtranslucent.  Gives 
sparks  with  a  steel.  Tough. 

Oomp. — Pe'^  Si^  +  2  H=Silica  60-3,  sesquioxyd  of  iron  35-7,  water  4-0  =  100.  Analysis  by  Schne- 
dermann  (1.  c,  and  Pogg.,  lii.  292)  of  the  yellow  variety  (mean  of  two  results):  §i  60*08,  Fe 
34  90,  H  3'59  =  98-66.    If  the  water  is  basic',  the  0.  ratio^is  1  :  2i. 

Pyr.,  etc.— B.B.  becomes  reddish-brown,  then  black,  and  fuses  -with  difficulty  to  a  black 
magnetic  slag.    Decomposed  by  muriatic  acid. 

Obs. — From  Antonio  Pereira,  in  the  province  Minas  Geraes,  Brazil,  where  it  is  intimately- 
associated  with  magnetic  iron.    Xamed  from  aidji.  Jioojer,  and  aicnpoi,  iron. 


II.  UXISILICATES. 

361.  CALAMINE.  Cadmia  pt.  PZ?/?.,  xxxiv.  2;  Agric.  Foss.,  255,  1546.  Lapis  calaminaris, 
Germ.  GaJmei  pt.  Agric,  Interpr.,  1546.  Galhneja  pt.,  Lapis  calaminaris  pt.,  Cadmia  officin.  pt., 
Wall.,  Min.,  247,  1747;  Zincum  naturale  calciforme  pt.,  Gahneja,  Lapis  calaminaris  pt.,  Cronst., 
197,  1758.  Calamine  pt  Fr.  Trl.  "U^alL,  i,  447,  1753.  Zincum  spatosum  cinereum  compactum 
electricum,  ib.  flavescens  drusicum  (fr.  Carinthia),  v.  Born,  Lithoph.,  i.  132,  1772.  Calamine  pt, 
Mine  de  Zinc  vitriforme  (with  figs.)  de  Lisle,  Crist.,  329, 1772,  iii.  81,  1788  ;  Kieselerde,  Ziukoxyd 
(fr.  Derbyshire),  Kla2:>r.,  Crell's  Ann.,  i.  391,  1788.  Gahnei  pt.  KarsL,  Tab.,  24,  1791.  Zinc 
oxyde  pt.  H.,  Tr.,  iv.  18nl.  Electric  Calamine,  SUicate  of  Zinc,  Smithson,  PhiL  Trans..  1803. 
Zinc  Calamine  5/-o?z^?«.,  Min.,  ii.  136,  1807.  Zinkglaserz  Zars^.,  Tab.,  TO,  100,  1808.  Zmkkieselerz, 
Kieselziukerz,  Kieselzinkspath,  Kieselgalmey,  Germ.  Siliceous  Oxyd  of  Zinc.  Zinc  oxyde  sili- 
cifere  H.  Calamine  Beud.,  Min.,  ii,  190,  1832.  Smithsonite -B.  &  M.,  Min.,  1852  [not  Smithson- 
ite  Beud.\    Hemimorphit  Kenng.,  Min.,  67,  1853.    Wagit  Radoszkovski,  C.  R,  liii.  107,  1862. 

Orthorhombic  ;  hemiraorphic-hemihedral.  I ^  1=10-^^  13',  6^  A  1-7= 
US°  31;  ;  a:h:  c=0-612i  :  1  :  1-2S50.    Observed  planes  :  0  ;  vertical,  /, 

1-  i,      -i-f,  i-^,  2-3,  i-b  :  domes,  ^-i,  l-^.       f-I,       3-^,       l-i ;  1-2,  i-z.  i-z,  1-z, 

2-  2,  Z-i-  octahedral,  J,  |,  1 ;  3^:,  2-2,  i-4,  f-3,  fj,  2-6,  f  T,  f  7 ;  2-2,  4-}. 
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0  A  2-i=129°  14' 
O  A  3-^=:118  34 
O  A  f  z=162  59 
O  A  1-2=166  36 
O  A  1-2=154  31 
0  A  3-2=124  58 


6>  A  1  =  142°  ir 
i-%  A  2-2  =  129  7 
^'-S  A  ^-2,  ov.  -^'-2,  =  114  50 

/Aa=12T  54 
^'-2  A  ^-2=147  17 
i-l  A  2-2=156  49 


Twins.  Cleavage :  7",  perfect ;  0^  in  traces.  Also  stal- 
actitic,  mammillated,  botrjoidal,  and  fibrons  forms;  also 
massive  and  granular. 

H.=4-5 — 5,  the  latter  when  crystallized.  G.=3'16— 3*9, 
3 '43 — 3*49,  from  Altenberg.  Lustre  vitreons,  0  siibpearlj, 
sometimes  adamantine.  Color  white ;  sometimes  with  a  delicate  bluish 
or  greenish  shade  ;  also  yellowish  to  brown.  Streak  white.  Transparent 
—translucent.  Fracture  uneven.  Brittle.  Pyroelectric.  Double  refrac- 
tion strong  ;  optic-axial  plane  i-l ;  divergence  81° — 82-J°  for  the  red  rays ; 
bisectrix  positive,  normal  to  0. 

Var. — 1.   Ordinary,    (a)  In  crystals.     Measured  angles:  4',  Schranf,  giving 

/A/=103°52';  /A«-3=151°  12',  Schrauf;  ?-2  A  ?".i=147°  25',  Hesscnberg ;  0  A  14=  148°  31', 
Dauber,  148°  39',  Schr.;  Oa8-i=118°  39',  Dauber,  118°  40'  Sclir. ;  0Al-i=154°  31,  Daub., 
154"  27'.  Schr.  (&)  Mammillary  or  stalactiiic.  (c)  Massive;  often  cellular.  Waf7i7e  is  a  concre- 
tionary light-blue  to  green  calamine  from  Nijui  Jagurt  in  the  Ural;  G-.=:2-70Y. 

2.  Carhon{ded.  Sullivan  has  described  (  Dublin  Q  J.  Sei.,  1862,  ii.  150)  a  variety  of  calamine 
from  the  Dolores  mine  in  the  province  of  Santander,  Spain,  occurring  in  concentric  pisc-litic  masses, 
frequently  containing  a  semitranslucent,  opal-like  nucleus.  This  mineral,  produced  from  the  hy- 
drous carbonate  by  the  action  of  sihcated  waters,  contains  from  12  to  2n  per  cent,  of  carbonate  of 
zinc  ;  G.  =  2-88 — 3*69.    Sullivan's  paper  is  one  of  much  interest. 

3.  Argillaceous.  Another  calamine  from  Spain,  analyzed  by  Schunichen  (B.  H.  Ztg.,  xxii.  1 63), 
contains  20  to  26  p.  c.  of  alumina,  with  31-5  p.  c.  of  sihca,  21  to  28  5  p.  c.  of  oxyd  of  zinc,  and  1 8  to 
20  of  water;  and  is  apparently  calamine  mixed  with  clay.  It  occurs  massive ;  color  at  first  white, 
changing  in  the  air  to  violet,  brown,  and  finally  black ;_  transparent  on  the  edges  ;  feel  soapy. 

Comp.— 0.  ratio  for  ^1,11=1  :  1  :  i;  2n^Si4-H=Silica  2 St.,  oxyd  of  zinc  g7'5,  water  7'5 
=  1()0.  Perhaps  in  some,  or  all  cases,  one-third  more  water,  or  Si +  15  11= Silica  2 4 '4,  oxyd  of 
zinc  r)5-9,  water  9-7  =  100. 

Analyses:  1,  Smithson  (Nicholson's  Journ.,  vi.  78);  2,  3,  Monheim  (J.  pr.  Ch.,  xlix.  319);  4, 
BerzeUus  (Ak.  H.  Stockh.,  1819,  141);  5,  Berthier  (J.  d.  M.,  xxviii.  341);  6,  Thomson  iPhil.  Mag., 
1840);  7,  8,  Hermann  (J.  pr.  Ch.,  xxxiii.  98);  9,  E.  Schmidt  (J.  pr.  Ch.,  li.  267);  10,  C,  Schnabel 
(Pogg,,  cv.  144);  11,  Radoszkovski  (1.  c.) : 


Retzbanya 


Altenberg 
Limburg 
Brisgau 

Load'hills;  G.  =  3-164 
7.  Nertschinsk;  G.  =  3-871 
8        "  G.=3'435 
9.  Moresnet 
l<t.  Santander;  G.  =  3-42 
11.  Ural,  Wagiie 


Si 

Zn 

25-0 

68-3 

25-34 

67-02 

(1)  24-85 

66  40 

26-23 

66  37 

25-5 

64-5 

23-2 

66-8 

25-38 

62-85 

25-96 

05  66 

24-44 

66-48 

23-74 

66-25 

26-00 

66-90 

4-4=97-7  Smithson. 

7-58,  Fe  0-68,  C  0-35  =  100-97  Monheim. 
7-49,  Fe  0-22,  C  0-31=99-27  Monheim. 

7-  40=100  Berzelius. 
10-0  =100  Berthier. 
10-8  =100-8  Thomson. 

9-07,  l»b  2  70=100  Hermann. 

8-  38=100  Hermann. 

7-  02  Pe  o-7-2,C  1-02  =  99-68  Schmidt. 

8-  34,  ^1,  ¥e  1-08,  P  ^r.  =  99-41  Schnabel. 
4-70,  Ca  1-55,  On,  Fe  ^r.  =  99-15  Eadosz. 


The  vjagi/.e  gives  the  0.  ratio  1:1:^, 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  whitens,  and  gives  off  water.  B.B.  almost  infusi 
ble  (F.  =  6);  moistened  with  cobalt  solution  gives  a  green  cplor  when  heated.  On  charcoal  with 
soda  gives  a  coating  which  is  yellow  while  hoc,  and  white  on  cooling.  Moistened  with  cobalt  solu- 
tion, and  heated  in  O.F..  this  coating  assumes  a  bright  green  color.  Gelatinizes  with  acids  even 
when  previously  ignited.  Decomposed  by  acetic  acid  with  gelatin ization.  Soluble  in  a  strong 
solution  of  caustic  potash. 


HYDROUS  SILICATES. 


Obs. — Calamine  and  smitlisonite  are  usually  found  associated  in  veins  or  Iseds  in  siratilicd 
calcareous  rocks  accoaipanyiug  ores  of  blende,  iron,  and  lead,  as  at  Aix  la  Chapollo  ;  RaiUe'l  and 
Bleiberg-.  in  Carinthia,  in  the  upper  Triassic;  Moresnet  in  Belgium,  Fribourg  in  Bri^gau,  l>^orl()!in, 
Tarnowitz,  Olkucz,  Miedzanagora,  Retzban\'a,  Schemnitz.  At  lloughten  Gill,  in  Cun)l)erhuKl,  io 
acimilar  crvstal::;  ami  mannnillary  crusts,  sky-blue  and  fine  green;  at  Alston  Moor,  u'liito;  at  the 
Rutland  mine,  near  Mattock,  in  Derbyshire,  in  brihiant  crystals,  and  grayish-white,  and  yellow,  and 
mannnillatcd;  at  Castleton,  in  crystals;  on  the  Mendip  Hills,  mostly  brownish-yehow,  and  in  part 
stalact.itic ;  in  Flintshire,  etc.,  Wales ;  Leadhills,  Scotland.  Large  crystals  have  been  found  at 
Nertschinsk. 

In  the  United  States  occurs  with  smitlisonite  in  Jefferson  county,  Missouri.  In  Pennsylvania, 
at  the  Perkiomen  and  Phenixville  lead  mines  ;  in  a  lower  Silurian  rock  two  miles  from  Bethle- 
hem, at  Friedensville,  in  Saucon  valley,  abundant  and  extensively  worked ;  on  the  Susquehanna, 
opposite  Selinsgrove.  Abundant  in  Virginia,  at  Austin's  mines  in  AYythe  Co.  A  pale  yeUo  w, 
fusiljle  zinciferous  clay  occurs  in  consideraljle  abundance  with  calamine  at  the  Uel)orroth  mine, 
Friedensville.  Analysis  of  this  by  John  M.  Blake  gave  Si  41*86,  Al  S'Oi,  F©  9-55,  Zn  ',j2-14:,  Mg 
1-02,  K  ir.,  II  7-7  6.  Other  specimens  examined  by  W.  T.  Roepper  gave  a  variable  amount  of  zinc, 
showing  that  the  substance  is  not  homogeneous  (priv.  contrib.). 

On  cryst.  see  G.  Rose,  Pogg.,  lix  ;  Dauber,  Pogg.,  xcii.  245  (whose  measurements  are  above 
adopted) ;  ilessenborg,  Senk.  Nat.  Ges.  Frankfurt  a  M.,  ii.  260;  Schrauf,  Ber.  Ak.  Wien,  xxxviiL 
189;  DescL  Min.,  i.  117. 

The  name  Calanine  (with  Galmei  of  the  Germans)  is  commonly  supposed  to  be  a  corruption  of 
Cadmia.  Agricola  says  it  is  from  calamus^  a  reed,  in  allusion  to  the  slender  forms  (stala otitic)  com- 
mon in  the  cadmia  fornacum. 

The  cadmia  of  Pliny  and  of  other  ancient  authors  included  both  the  native  silicate  and  carbon- 
a'ic,  and  the  oxyd  from  the  chimneys  of  furnaces  (cadmia  fornacum).  The  two  native  ores  con- 
tinued to  be  confounded  under  the  name  lapis  calaoiuiaris,  calomine  or  galmei,  until  investi- 
gated chemically  by  Smithson  in  1808.  Earlier  analyses  had  made  out  chemical  difl'ereuces,  and  somo 
authors,  before  1790,  had  rightly  suggested  a  division  of  the  species  :  Bergmann  having  found 
28  p.  c.  carbonic  acid  in  a  Holywell  specimen  (J.  de  Phys.,  xvi.  17,  1*780);  and  Pelletier,  in  a 
kind  from  Fribourg  in  Brisgau,  which  had  been  called  Zeolite  of  Brisgau  because  it  gelatinized 
with  acids.  52  p  c.  silica,  with  36  oxyd  of  zinc,  and  12  water  (J.  de  Phys.,  xx.  4l0,  1782) ;  ana 
Klaproth,  in  another,  similarly  gelatinizing,  (lO  oxyd  of  zinc  and  83  silica.  But  Smithson  was 
the  first  to  make  known  the  true  composition,  and  clear  away  all  doubts. 

De  Lisle  noticed  the  crystalline  forms  of  the  two  species,  describing  one  kind  as  prismatic  with 
dihedral  summits,  and  the  other  as  scalenoliedral  like  dogtooth  spar,  yet  did  not  fully  appreciate 
the  importance  of  the  observation  ;  while  Haii}^,  14  years  later,  in  his  Trade,  describes  only  the  crj's- 
tals  of  the  sdicate,  and  takes  the  ground  that  the  zinc  carbonatee  was  only  an  impure  calcareous 
"  zinc  oxyde.'' 

In  13(J7  Brongniart  called  the  silicate  calamine,  leaving  for  the  other  ore  the  chemical  name 
zinc  carboiiaUe.  In  1832,  Beudant  followed  Brongniart  in  the  former  name,  and  designated  the 
latter  SmdhsonHe.  after  Smithsox,  who  had  analyzed  in  1803  the  carbonate  as  well  as  silicate. 
Thus  the  two  species  were  at  last,  not  only  distinguished,  but  mineralogieally  named. 

Unfortunately.  Brooke  &  Miller,  in  ls52,  reversed  Beudant's  use  of  these  names,  with  no  good 
reason  ;  and  in  185s,  Kenngott,  on  account  of  the. confusion  of  names,  as  he  says,  introduced  for 
the  silicate  tlie  new  name  Hemimorphiie,  and  so  added  to  the  confusion.  These  innovations 
should  have  no  favor. 

361  A.  MORESXETITE  7?;.s-.9e  (Verli.  nat  Ver.  Bonn,  ISfiS,  Ber.  98).  A  mineral  froin  Altonberg,  near 
Aachen,  oceurr'.ng  witli  calamine.  Two  varieties  are  found,  one  dark  to  leek-green  ajid  opaque  ; 
the  other  light  emerald-green,  transparent.  The  latter  is  the  purest;  it  has  11.  =  2 -5,  conclioidal 
fracture,  streak  white.  £t  aftbrded  on  analysis  §i  30-3i,  iil  13-08,  Fe  0-27,  Xi  r]4,  4:;-4l,  Mg 
tr.,  Oa  tr.,  H  1  r37  =  l()u-18.  B.B.  oa  charcoal  gives  with  cobalt  solution  a  pale  green  mass.  Ditti- 
cultly  soluble  in  acids. 

362.  VILLARSITB.    Dufrenoy,  C.  R.,  1842,  Ann.  d.  M.,  lY.  i.  387,  1842.    Serpentin  aus  d. 
Malenkerthal  Fellenberg,  J.  pr.  Ch.,  ci.  38,  1867. 

Ortliorhombic.  /A  7=120°  8',  Descl.  Observed  planes:  O,  l-i,  1; 
crystals  all  coinpouncl,  consisting  of  three  intersecting  individuals;  compo- 
sition-lace i-L  0  A  l-^r=140^  30',  0  A  1  =  136°  32'.  (Crystallization  per- 
haps pseudomorphic.)    Mostly  in  rounded  grains.    Also  massive. 

H.=i-5.   G.=2-9T8,  from  Traversella;  2-99,  fr.  Malenkerthal.  Color 
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yellowisli-green  to  olive-green;  also  dark  green  to  blackish.  Streak  iin- 
colored.  Translucent ;  transparent  in  tliin  plates.  Double  refraction 
sti'ong  ;  optic-axial  plane,  i-l ;  bisectrix  normal  to  0^  positive  ;  Descl. 

Comp.— 0.  ratio  for  %  Si,  H=l  :  1  :  :ir;  (H  Mg+  iV  Fef  Si+i  H^SQica  38-9,  magnesia  47-5, 
protjxyd  of  iron  7'S,  water  5'S  =  100.  Appears  to  be  a  hfdrous  forsterite  or  boltouite  in  compo- 
sition, and  to  resemble  much  the  hitter.  G.  Rose  pointed  out  the  approximation  in  angle  to 
chrysohte,  and  regarded  it  as  an  altered  variety.  Its  occurrence  in  twins  of  three  intersecting 
(.Tjs'iais,  as  made  known  by  Descloizeaux  (Min.,  95,  18G2),  is  an  important  characteristic  not  thus  far 
observed  in  forsterite,  or  any  other  species  o?the  chrysolite  group.  The  crystals  have  the  planes 
shiiung,  but  not  quite  even.  Analyses:  1,  2,  Dufrenoy  [\.  c,  and  Dufr.  Min.,  2d.  ed.,  iv.  343);  3, 
Fellenberg  (i.  c.) : 

Si       Fe     Mn     Mg      Ca      K  H 

1.  Traversella        39-61    3-59    2*42    47*37    0  53    0-46    5-80  =  99'78  Dufrenoy. 

2.  Forez  40-52    6'25    43-75    1-70    0*72    6-21=99-l5  Dufrenoy. 

3.  Malenkerthal  (|)41'72    7*97    42-15   5*55,  Or,  Xi  0-75,  Al  3-19  =  101-33  F. 

AnaL  1  is  of  the  original  villarsite;  2,  of  grains  from  the  granite  of  Forez  and  Morvan,  France. 

Pyr.,  eic. — B.B.  infusible.    With  borax  a  green  enamel.    Attacked  by  concentrated  acids. 

Obs. — At  Traversella  it  is  associated  with  mica,  quartz,  and  dodecahedral  magnetite.  Much 
boltouite  is, hydrous,  and  in  composition  belongs  here.  Grains  in  the  interior  of  the  serpentine 
pseudomorphs  of  Snarum  have  sometimes  a  similar  composition  The  mineral  from  Pirlo  in 
Malenkerthai,  of  the  Grisons,  constitutes  the  base  of  a  serpentine-like  rock,  which  is  slightly 
crystalline  in  texture,  somewhat  slaty,  feeble  lustre,  and  between  blackish-gray  and  daik  green  in 
color.  Supposing  the  alumina  present  as  a  mixed  sihcate,  the  formula  is  that  of  the  Traversella 
mineral.    The  rock  looks  like  a  mixture  of  several  minerals. 

363.  PREHNITE.  Chrysolite  Sage,  Min.,  i.  232,  1777.  Chrysolite  du  Cap  (a  kind  of  Schorl) 
de  Lisle,  ii.  275,  1783.  Zeolithe  verdatre  v.  Born,  Cat.  de  Raab,  i.  203,  1790.  Prehuit  Wern., 
Bergm.  J.,  1790,  i.  110;  anal,  by  Kiapr.,  Schrift  Ges.  nat.  Berlin,  viii.  217,  1788.  Koupholite 
(fr.  Bareges),  Picot  la  Peyrouse,  Delameih.,  T.  T.,  ii.  547,  1797.  ^delite  (Edelite)  Walmsttdt, 
Jahresb.,  v.  217,  1825.    Jacksonite  Whitney,  J.  Xat.  H.  Soc.  Boston,  v.  487,  1847. 

Ortliorliombic.  /A  /=99°  56',  0  A  l-^=:146°  lli' ;  a:h:  c=0-G6dGS 
:  1  :  1-19035.  Observed  planes:  0;  vertical,  /,  i-t,  i-i;  domes, 
6-1 ;  octahedral,  2,  6.  OA  f-z=153°  20\  0  A  |-z=134°  52i',  0  A  2=119° 
45',  0  A  6=100°  4:7'  0  A  6-1=106''  30',  I A  i-i=UO°  2'.  Cleavage :  basal, 
distinct.  Tabular  crystals  often  united  by  0,  making  broken 
forms,  often  barrel-shaped,  Reniform,  globular,  and  stalac- 
titic  with  a  crystalline  surface.  Structure  imperfectly  co- 
lumnar or  lamellar,  strongly  coherent ;  also  compact  granular 
or  impalpable. 

H.  =  6  — 6-5.  G.  =  2'8— 2-953.  Lustre  vitreous ;  0  weak 
pearly.  Color  light  green,  oil-green,  passing  into  white  and 
gray  ;  often  fading  on  exposure.  Subtransparent — translu- 
cent ;  streak  uncolored.  Fracture  uneven.  Somewhat  brit- 
tle. Pyroelectric,  with  polarity  central,  the  analogue  poles 
at  the  centre  of  the  base  and  the  antilogue  at  the  extrem- 
ities of  the  brachydiagonal,  Riess  &  Hose.  Doul)le  refrac- 
tion strong;  optic-axial  plane  usually  i-i;  bisectrix  positive, 
normal  to  0;  axial  angle  122° — ^"130°,  for  crystals  from 
Danpiiiny  and  Pyrenees,  but  in  others  much  less ;  divergence  very  slightly 
diminished  by  heating ;  Descl.  * 

Var. — Usual  in  firm  and  hard  incrusting  masses,  externally  globular  or  mammillary.  the  surface 
made  up  often  of  grouped  crystals  more  or  less  imperfect,  but  sometimes  smooth. 
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Si 

Fe 

Ca 

1.  Tyrol 

43-00 

23-25 

2-00 

26-00 

2.  Tyrol,  Fassa 

42-88 

21-50 

3-1)0 

26-50 

3  Mt.  Blanc,  Couph. 

44-71 

23-99 

25-41 

4.  DiimbartOD 

44  10 

24-26 

-6-43 

5.  yEdelfors,  Edelite 

43-03 

19-30 

6-81 

2<y2S 

b.  (jlasgow,  grtm 

43-60 

23-00 

2-00 

22-33 

7.       "  ichlte 

43-05 

23-84 

0-G6 

26-16 

8.  Boiirg  d'Oisaus 

44-30 

23-44 

4-61 

23-47 

9.  Kadaulhal,  Harz 

44-74 

18-06 

.  7-;s8 

27  06 

lU.  Xiederkirchen, 

\  42-50 

30-50 

0-04 

]  1.  pseudomorphs 

\  44-00 

28-50 

0-04 

2:^-29 

12.  Chili 

43-6 

21-6 

4-6 

25-1I 

U.  Tyrol 

44-42 

24-09 

0-92 

26-41 

14.  Upisala 

44-11 

22-99 

3-22 

25-83 

Couplioliie  is  in  cavernous  masses,  made  of  small,  thin,  fragile  lamina?  or  scales;  tlie  original 
was  from  the  peak  of  Ereslids,  near  Bareges,  in  the  Py  renees  ;  also  reported  from  the  Col  di, 
Bonhoraine,  at  the  foot  of  Mt.  Blanc.    Named  from  a -u/ds,  tender. 

Eddiie  (or  yEdtliie)  is  notliing  but  prt-linitc  from  ^Edelfors,  Sweden. 

Jacksoaite  t^or  anhydrowi  prehruit}  of  Whitney  is  ordinary  prehnite,  from  Keweenaw  Pt.  and  Isle 
Royale. 

Crystals  from  Farmington,  Ct.,  have  for  the  optic-axial  plane  i-i]  and  the  divergence  for  the  red 
rays  in  tiie  outer  parts  of  a  plate  of  a  crystal,  48  —50'  ;  in  an  interior  wedge-shaped  part  of  tlie 
'Same  plate,  17^,  DescL  Tlie  dispersion  is  very  strong  in  these  crystals,  while  in  those  of  Da\i- 
phiny  it  is  hardly  perceptible. 

Comp.— 0.  ratio  for  K,  ii.  Si,  ji=2  :  3  :  6  :  1,  whence,  if  the  water  is  basic,  for  bases  and 
silica,  1:1;  and  formula  H^  +  ^  Ca  +  |  ^Ir  Si^^Silica  4:i-6,  alumina  -^4-9,  lime  27-1,  water  4-4 -r 
luu.  Analyses:  I,  2,  Gehleu  ^Schw.  J.,  iii.  171);  3-5,  Walmstedt  i^Jahrer,b.,  v.  217);  6.  7.  Thom- 
son &  Lehimt  (Min.,  i.  275);  8,  Regnault  (Ann.  d.  M.,  111.  xiv.  154);  9.  Amelung  (Ramin.  2d 
SuppL,  116,  Pogg..  Ixvih.  312);  lo,  n,  Leonhard  (Pogg.,  liv.  579  1;  lii,  Domeyko  (Ann.  d.  M.,  lY. 
ix.  3j;  13,  P.  Kutzing  (B.  H.  Ztg.,  xx.  267);  14,  C.  W.  PaykuU  (CEfv.  Ak.  Stock.,  1866,  85;: 

H 

4-00,  Mn  0-25  =  98  50  Gehlen. 
4-d2.  Mn  0-25  =  9b-75  (Jehlen. 
4-45.  Mn  (ri9,  h  e  1-25=  loO  Walmstedt. 
4-18,  Fe  0-74  =  9;t-7i  Walmstedl. 
4-4:-!,  Mn  0-15=100  20  Walmstedt. 
6-40  =  97 -oo  Thomson. 
4-6U,  Mn  0-4 -J,  K,  Xa  1-03  Lehunt. 
4-44=100-46  Regnault. 

4-  13,  Xa  1-03=102-40  Amelung. 

5-  0    K  0-02  =  100-63  Leonhard.  . 

6-  00,  K  0-01  =  100-84  Leonhard. 
5-3  =  10()-l  Domeyko. 
4-2.;  =  1 1. 0-10  Kutzhig. 
4  26=100-41  PaykuiL 

Xo  10  is  a  pseudomorph  after  analcite,  and  11  after  leonhardite.  The  jadcsonite,  or  arJiydrmis 
prtlinite,  of  Whitney  (L  c),  contains,  according  to  Jackson  and  Brush,  4-7,  4-15  (J.),  and  4-85  (B.) 
p.  c.  of  water.  The  specimen  analyzed  by  Whitney  may  possibly  have  been  calcined,  as  in  some 
bcahties  on  Lake  Superior  it  is  customary  to  lairu  the  copper  ore  to  free  it  from  adhering  rock. 
He  obtained  (I  c.)  Si  4  6-12,  Al  25-91.  Oa  27-03,  Xa  0-85  =  99-91. 

Fyr.,  etc. — In  the  closed  tube  yields  w^ater.  B.B.  fuses  at  2  with  intumescence  to  a  blebby 
enamel-like  glass.  Decomposed  by  muriatic  acid  without  gelatinizing.  CoupJioUk,  which  often 
contains  dust  or  vegetable  matter,  blackens  and  emits  a  burnt  odor. 

Obs. — Occurs  in  granite,  gneiss,  syenite,  dioryte,  and  trappean  rocks,  especially  the  last. 

At  St.  Christophe  and  i'Armentieres,  near  Bourg  d'Oisans  in  Isere,  associated  with  axinite  and 
epidote;  at  Ratschinges,  Fassa  valley,  and  near  Campitello,  Tyrol;  in  Salzburg;  Ala  in  Piedmont; 
the  Sau-Alp  in  Carinthia;  Joachimsthal  in  Bohemia;  in  Xassau,  at  Uberscueid  and  UL-kersdorf : 
near  Freiburg  in  Brisgau  on  the  Rosskopf ;  in  the  Harz,  near  Andreasberg,  with  datohte ;  Areii- 
dal,  Xorway;  ^Edelfors  in  Su'eden  [edelite)]  Upsala,  Sweden,  in  riits  in  liOrnl}lendic  grauite,  the 
decomposition  of  the  hornblende  having  afforded  the  lime,  and  of  the  mica,  the  alumina  (Paykull); 
at  Friskie  Hah  and  Campsie  in  Dumbartonshire,  and  at  Harttield  Moss;  in  Renfrewshire,  in  veins 
traversing  trap,  associated  with  analcite  and  thomsonite ;  also  at  Corstorphine  Hill,  the  Castle 
and  Sahsbury  Crag,  near  Edinburgh  ;  Mourne  Mts.,  Ireland. 

In  the  United  States,  tinely  crystallized  at  Farmington,  Y\'oodbury,  and  Middletown,  Conn.,  and 
West  Springfield,  Mass.,  and  Patterson  and  Bergen  Hill,  X.  J. ;  in  small  quantities  in  gneiss,  at 
Bellows  Fails,  Vt. ;  in  syenite,  at  Charlestown,  Mass;  MDk  Row  quarry,  often  in  minute  tabrdar 
crystals,  with  cliabazite ;  also  at  Palmer  (Three  Rivers)  and  Turner's  Falls,  Mass.,  on  the  Connec- 
ticut, in  trap,  and  at  Perry,  above  Boring's  Cove,  Maine;  at  Westport,  Essex  Co.,  X.  Y.  [chilio/iite 
Emmons),  ou  a  quartzose  rock  ;  on  north  shore  of  Lake  Superior,  between  Pigeon  Bay  and  Fond 
da  Lac;  in  large  veins  in  the  Lake  Superior  copper  region,  often  occurring  as  the  veinstone  of  the 
native  copper,  sometimes  including  strings  or  leaves  of  copper ;  and  at  times  in  radiated  nodules 
disseminated  through  the  copper. 
^  Handsome  pohshed  slabs  of  this  mineral  have  been  cut  from  masses  from  China. 
'The  formula  +  i  Alj^  Si'"*  is  analogous  to  that  of  chrysolite  in  the  ratio  1  :  1,  and  the  two 
sijecies  appear  to  be  homoeomorplious,  2-1 , .  2-1  in  chrysolite  =  99 7'. 

Ait. — Prehnite  occurs  altered  to  green  ear^h  and  feldspar. 

Xamed  by  Werner  in  179u  after  Col.  I'rt;^^,  wiio  lii-st  found  the  mineral  at  the  Cape  of  Good 
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Hope.  Sage  had  called  it  (1111)  chrysolite,  and  Rome  de  Lisle  had  referred  it  (1783)  to  the 
group  of  schorl. 

H63A.  UiGiTE  Eeddle  (Ed.  N.  Phil.  J.,  II.  iv.  162,  1856).  In  radiated  sheafy  clusters  of  plates, 
in  nests  in  the  amygdaloid  of  Uig.  Isle  of  Skye,  along  with  analcite  and  faroelite.  H. 
=5-5;  G.  =  2*284;  lustre  pearly;  color  white,  slightly  yellowish.  Composition,  according  to 
Heddle  (loc.  cit.),  Si  45-98,  ^1  2V93,  Ca  16-15,  Na  4-7,  H  11-25.  The  0,  ratio  for  R.R,  iSi  corres- 
ponding is  near  1:2:4.  B.B.  fuses  readily  and  quietly  to  an  opaque  enamel,  which  is  not  frothy; 
gives  a  strong  soda  reaction. 

It  ajDpears  to  be  near  prehnite  in  structure,  and  needs  further  investigation. 

364,  CHLORASTROLITE.    C.  T.  Jackson;  J.  D.  Whitney,  J.  Xat.  Hist.  Bost.,  v.  488. 
Massive.    Finely  radiated  or  stellate  in  structure. 

H.=5*5  — 6.  G.  =  3'180.  Lustre  pearly.  Color  light  bluisli-green. 
Slightly  chatoyant  on  the  rounded  sides. 

Oomp.—O.  ratio  1  :  2  :  3  :  1 ;  (Ca^  Na^)^§i='+2 (^1, 3Fe)'^Si«  + 6il=(iR^+|fi)2Si^+ 2H=Silic8 
?,7-6,  alumina  24-6,  sesquioxyd  of  iron  6-4,  hme  18-7,  soda  5-2,  water  7-5  =  100.  Analyses  by  Whit- 
ney (Rep.  G.  Lake  Sup.,  1851,  ii.  97) : 

Si  Fe,  little  Fe      Ca  K  fi 

1.  36-99  25-49  6-48  19-90  3-70  0-40  7-22  =  100-18. 

2.  37-41  24-25  6-26  21-68  4-88  5-77  =  100-25. 

Rammelsberg  observes  that  it  has  some  relation  in  composition  to  a  hydrous  epidote.  It  also 
approaches  carpholite. 

Pyr.,  etc. — In  the  closed  tube  yields  water  and  becomes  white.  B.B.  fuses  easily  with  intu- 
mescence to  a  grayish  blebby  glass.  Forms  a  transparent  glass  readily  with  borax,  tinged  with 
iron.    Soluble  in  muriatic  acid,  the  siHca  separating  as  a  flocky  precipitate  (Whitney). 

Obs. — Occurs  on  the  shores  of  Isle  Royale,  Lake  Superior,  in  smaU  rounded  pebbles,  which 
have  come  from  the  trap,  and  are  waterworn ;  it  receives  a  fine  polish. 

Named  from  xAwpo.-,  grten,  a(TTpoi  ,  star,  \ido;,  stone. 

365.  TRITOMITE.    Tritomit  TT"e%e  &  Berlin,  Pogg.,  bcxix.  299,  1850. 

Isometric  ;  tetraliedral,  f.  31.    Cleavage  indistinct. 

H.  =  5-5.  G.=3-9-4-60;  3-908,  Forbes;  4-16-4:-66,  W.  &  B.  ;  4-26, 
MoUer.  Lustre  subinetallic,  vitreous.  Color  dull  brown.  Streak  dirty 
yellowish-gray.  Subtranslucent. 

Comp,— (R^  R^,  R)2Si'  +  4H  ?  Analyses  :  1,  approximate,  N.  J.  Berlin  (I.  c.) ;  2,  D.  Forbes  (Ed. 
N.  Phil.  J.,  IL  iii.  1856): 

Si      W      ^1      Ce       La      Fe     Sin    Y      Mg     Ca     Na  H 

1.  2U-13    4-6-i*    2-24    40  36    15-11     1-83    0-46    0-22-5-15    1-46    7  86  =  99-44  Berlin. 

2.21-16    3-95b    2-86    37  64    12-41    2-08    TIO    4-64    0*09    4-Oi    0  33    8-68  =  99-58  Forbes. 

a  With  Mn  0,  Cu  0,  Sn  0^.  b  With  Sn  02^ 

F.  P.  M(;ller  has  obtained  a  very  different  composition  in,  apparently,  a  careful  analysis,  in  which 
the  state  of  oxydation  of  the  bases  was  ascertained  (Ann.  Ch.  Pharm.,  cxx.  241): 

Si    Sn  faZr?  €e    ^1  3Pe  Mn     Ce    La,l)i    Y    Mg    Ca    5a    Sr    Na    K  11 
15-38  0-74  3-63  4-48  1  61  2-27  0*49  10-06  44-05  0  42  0-16  6-41  0-19  0*71  0-56  2-10  5-63  =  99  49 

Frorn  Berhn  and  Forbes,  the  formula  Ji^  Si^+.4H  has  been  deduced.  MoUer  obtains  tbe  0.  ratio 
for  R,  ft,  Si,  II  4  :  1  :  4  :  2.  But  if  the  Sn,  Ta,  Zr  are  added  to  the  bases  instead  of  the  silica, 
the  oxygen  ratio  for  ah  the  bases  tu  the  silica  and  water  is  very  nearly  2  : 1  :  |. 

Forbes  questions  whether  the  crystals  observed  are  not  thorite. 

Pyr.,  etc. — Yields  water  and  gives  a  weak  fluorine  reaction ;  with  borax  a  reddish-yello-w 


HYDROUS  SILICATES. 


413 


glass,  which  is  colorless  on  cooling.  With  muriatic  acid  in  powder  yields  chlorine,  and  gela^ 
inizes. 

Obs. — From  the  island  Lamo,  near  Brevig,  Norway,  with  leucophanite  and  mosandrito  in  a  coarse 
syenite. 

Xamed  from  rpt'?,  three-fold,  and  re,ivv^  to  cut^  alluding  to  the  trihedral  cavities  which  the  crystals 
leave  in  the  gangue. 

365.  THORITE.  Thorit  Berz.,  Ak.  H.Stockh.,  1829.  Ovdii^igii  Bergemann,  Pogg.,  Ixxxii.  561,  ]S51. 

Isometric  and  tetraliedral.  In  dodecaliedral  crystals,  with  octahedral 
phines  tetrahedrallv  de\  el()i)ed,  tlie  hirger  set  dull  and  even,  the  smaller 
bright  and  ronnded,  and  with  tlie  three  edges  abont  the  latter  rejjlaced. 
Also  massive  and  compact. 

Ii.  =  4-5  — 5.  G.=4-3  — 5'4  ;  of  purest,  5  — 5*4.  Lnstreof  surface  of  fresh 
fracture  vitreous  to  resinous.  Color  orange-yellow,  bro\vnish-yellow  ;  also 
l)lack.  inclining  to  brown.  Streak  light  orange  to  dark  brown.  Transpa- 
rent in  thin  splinters  to  nearly  opaque.  Fracture  conchoidal.  Easily 
frangible.    Optically  uniaxial. 

Var. — The  brownish-hlack  and  black  variety,  from  Lovo,  Norway,  was  the  mineral  from  which 
Berzelius  obtained  the  metal  thorium,  and  which  received  the  name  thorite.  The  yellowish  variety 
is  the  orangite  (so  called  from  the  color),  from  Langesund  fiord,  which  Bergemann,  when  he  so 
named  it,  supposed  to  contain  a  new  metal,  called  by  him  donarium.  The  latter  has  since  been 
found  with  an  exterior  of  the  former.  The  mineral  occurs  as  pseudomorphs  after  orthoclase  and 
zircon,  and  crystals  of  the  latter  kind  have  afforded  Zschau  (Am,  J.  Sci.,  II.  xxvi.  ^59)  the  angles 
/-\  1  =3 1  ;'.2j°,  1  A  1  =  12:^^°,  the  corresponding  anglesof  zircon  being  132°  10'andl2;^°  19'.  Zschau 
regards  the  mineral  thorite  as  tetragonal,  and  isomorphous  with  zircon,  not  considering  his  crystals 
as  pseudomorphous. 

The  mineral  varias  much  in  specific  gravity,  omTOj/zfe  affording  5-397,  Bergemann  ;  5-84,  Krantz  ; 
Damour;  4-8 '8  —  5-205,  Chydenius;  and  thorite.,  4-68(>,  Berz. ;  4-686,  Bergemann;  4-344— 
4-.-;9T,  Chydenius. 

Comp.— E3sentially  Th Si Silica  IT'O,  thoria  76%  water  6-8  =  100;  for  the  black 
thoritelaual  1 )  Th  +  2  H=Silica  16*4,  thoria73-8,  water  9-8  =  1 OO.  Analyses  :  1,  Berzelius  (1.  c.)  * 
2,  Damour  (Ann.  d.  M.,  Y,  i.  587);  3,  Bergemann  (1.  c. ) ;  4,  Chydenius  (Pogg.,  cxix.  4:3)  : 

Si     Th     Sn    ^1  Mn    U    i»b    Mg  Ca  Xa    K  H 

1.  18-98  57-91  0-01  0-06  3-40  2-39  1-61  0-80  0-36  2*58  O'lO  0-14  9-50,  undis.  1-70  =  99*51  Berz. 

2.  17-52  71-65            0*17  0-31  0-28  MS  0-88    tr.  1-59  0-83  0-14  6-14=  100-14  Damour. 

3.  17-70  71-25    0-31  0-21  4-04  O'SO      6-90,  Ca  C  4-04=  l()0-74  B. 

4.  17-76  73-80                                              1-18   tr.  1-08   6-45  =  100'27  Chydenius. 

Pyr.,  etc. — In  the  closed  tube  yields  water ;  the  orange  variety  becomes  duU-brown,  and,  on 
cooling,  orange  again.  B.B.  on  charcoal  infusible,  the  edges  only  being  slightly  glazed ;  with 
borax  a  yellowish  pearl,  becoming  colorless  on  cooling;  with  salt  of  phosphorus  a  colorless  glass, 
which  becomes  milky  and  greenish  on  cooling ;  with  borax  au  orange  glass  when  hot.  which  be- 
comes grayish  on  C0"ling.  A  little  nitre  being  added,  the  orange  color  remains  after  cooling. 
With  muriatic  acid  easily  forms  a  jelly  before,  but  not  after,  calcination.  The  black  thorite  be- 
comes pale  brownish-red  when  heated;  and  on  charcoal  forms  a  yellowish-brown  slag. 

Obs. — Found  in  syenite  by  Esmark  at  Lov(),  near  Brevig,  in  Norway ;  also  at  Langesund 
fiord,  near  Brevdg  (orangite,  anal.  2—4),  Masses  of  orangite  weighing  several  ounces  have  been 
obtained.    The  black  thorite  appears  to  be  partially  altered. 

367.  CERITE.  Eerrum  calciforme  terra  quadam  incognita  intime  mixtum.  Tungsten  von 
Bastnas,  Cronstedt  Ak.  H.  Stockholm.,  1751,  Min.,  183,  1758.  Cerit  Ms.  &  Berz.,  Cerium  en 
ny  Metal,  etc.,  1804,  Gehlen's  J.,  ii.  397,  1804,  Afh.,  i.  58,  1806.  Ochroit,  K/apr.,  Gehlen's  J., 
ii.  303,  1804.  Cererit  Klapr.,  Beitr.,  iv.  140,  1807;  Karei.,  Tab.,  74,  1808.  Cerium  oxyde 
siliceux  K,  Tabl.,  1809.  Cerin-Stein  Wern.,  Hofifm.  Min.,  iv.  a,  286,  1817.  Kieselcerit  Germ. 
Silicate  of  Cerium.    Lanthanocerit  Hermann^  J.  pr.  Ch.,  Ixxxii.  406,  1861. 

Hexagonal  ?  Isometric  ?  In  short  six-sided  prisms,  Haid.  Commonly 
massive ;  granular. 
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Si 

Fe 

1. 

Bastniis  18-00 

1-80 

2. 

"  16-06 

3-17 

3. 

"  21-30 

4-98 

4. 

"(1)19-18 

1-54 

5. 

"  2135 

1-46 

H.  =  5'5.  G.i=4-912,  Haidinger.  Lustre  dull  adamantine  or  resinous 
Color  between  clove-brown  and  clierry-red,  passing  into  gray.  Streak 
grayisli-wliite.    Slightly  subtranslncent.    Brittle  ;  fracture  splintery. 

Comp.— 0.  ratio  for  R,  Si,  H=l  :  1  :  (Oe,  La,  Di)^  Si+fi^=Silica  20*4,  ceria  T^-S,  water 
6-1  =  100.  Analyses  :  1,  Hisioger  (Afh.,  iii.  287);  2.  Hermann  (J.  pr.  Cliem.,  xxx.  193,  and  Ixxxii. 
407);  3,  Kjcrulf  (Ann.  Ch.  Pharm.,  xxxvii.  12);  4,  Rammelsberg  (Pogg.,  cvii.  632,  and  Min.  Ch., 
547);  5,  Hermann  (J.  pr.  Cli.,  Ixxxii.  406) : 

Ce        La       i)i      Ca  fl 

68-59  1-25    9  60=99-24  Hisinger. 

26-55  16-33    18-05  3-56  8-1 0,  i^^ll -68,  Mn  0-27,  Mg  1 -25,  C  4-02  H. 

5S-50  8-47  1-23  5-52  =  100  Kjerulf. 

64-55  7  28  1-31  5-71  =  99-^7  Rammelsberg. 

60-99  3-51      3-90  1-65  6-31,  C  0-83=  100  Hermann. 

From  analysis  3,  3-27  of  molybdenite,  and  0*18  bismuth,  glance,  are  removed  as  impurities. 
Analyses  i  and  2  give  near  10  p.  c.  of  water,  with  much  lanthanum  and  didymium,  and  little  cerium, 
according  to  Hermann ;  he  accordingly  applies  to  this  kind  the  distinctive  name  lanihanocerite, 
and  to  the  rest  that  of  cehte. 

Klaproth,  who  published  the  first  analysis  (Beitr.,  iv.  140),  and  gave  the  mineral  the  name 
ochroiie,  obtained  Si  o4-5.  Ce  54-5,  Fe  8-5,  Ca  V2o,  H  5-0  =  98*75;  with  his  silica  he  included 
all  the  material  not  decomposed  in  his  method  of  analysis.  Hermann  has  supposed  the  substance 
analyzed  a  distinct  species. 

Pyr.,  etc. — In  a  matrass  yields  water.  B.E.  infusible  alone;  with  borax  in  the  outer  flame 
forms  a  yellow  globule,  which  becomes  almost  colorless  on  cooUng;  in  the  inner  flame  a  weak 
iron  reaction.  "With  soda  not  dissolved,  but  fuses  to  a  dark  yellow  slaggy  mass.  Gelatinizes 
with  muriatic  acid. 

Obs.— Occurs  at  Bastnas,  near  Riddarhyttan,  in  Westmannland,  Sweden,  forming  a  bed  in  gneiss, 
and  associated  with  mica,  hornblende,, copper  pyrites,  cerine.  etc.  It  bears  considerable  resem- 
blance to  the  red  granular  variety  of  corundum,  but  is  readily  distinguished  by  its  hardness. 

Hiisinger  and  Berzehus,  in  180^-4,  detected  in  this  mineral  a  new  metal  which  they  named 
cerium,  after  the  planet  Ceres,  then  recently  announced;  and  the  mineral  they  called  ceriie. 
Klaproth  made  the  same  discovery  about  the  same  time,  and  gave  the  name  ochroite  to  the  mineral, 
pud  ochro He  <arth  to  the  new  earth  (alluding  to  its  color,  from  w .  oV,  hrownislt-ijellovj).  In  his 
Beitrage,  1807,  Klaproth  accepted  the  names  of  Hisinger  and  Berzelius,  yet  added  a  syllable  (lest 
*liey  should  appear  to  come  from  Krjoa,  tvax),  making  them  cerermrn  and  cererde — a  change  not 
accepted.  In  1839  Mosander  proved  that  the  oxyd  of  cerium  contained  the  new  metal  lanthanum, 
and  in  1842  another  new  metal,  didymium. 

368.  ERDMANNITE.    Berlin,  Pogg.,  Ixxxviii.  162. 

In  imbedded  grains  and  folia  ;  with  no  traces  of  crystallization. 
G.=3'l.  Lustre  vitreous.  Color  dark  brown.   In  thin  splinters.  Trans- 
lucent. 

Comp. — Analysis  by  Blomstrand,  of  half  a  gramme  (L  c): 

Si  ^1       Ox.  Ce  &  La    Fe        Mn        Y         Ca      fi  and  loss 

31-85  11-71  34-89       8-52       0-86        1-43       6-46  4-28 

Obs. — From  the  i=!land  Stoko  in  the  Langesund  fiord,  near  Brevig. 
Named  after  Erdmanu. 

369.  PYROSMALITE.  Pirodmalit  Hav^m.,  MoU's  Efera.,  iv.  390,  1808.  Wesentlicher  Bes- 
tandtheil  Salzsaures  Eisenoxyd,  id.,  ib.  (fr.  blowpipe  trials  of  Gahn,  its  discoverer).  Pyrosmalit 
KarsL,  Tab.,  103,  1808;  Hausm.,  Handb.,  1068,  1813.  Fer  muriate  H.,  1812,  Lucas  Tabl., 
iu  418,  1813. 

Hexagonal.  0  A  1  =  148°  30' ;  «=0-5307.  Observed  planes  :  0,  7,  1, 
2.  0  a' 2  =  129°  13',  /A 7=120°.  In  prisms  or  tables.  Cleavage:  basal, 
perfect;  7 imperfect.  Also  massive.  Double  refraction  strong,  uniaxiaL 
Axis  negative. 
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IL=4-4-5.  G.  =  3-B-2;  3-081,  Hisinger ;  3-168-3-1T4,  Lang.  Lus- 
tre  of  0  pearly ;  of  other  planes,  less  so.  Color  blackish-green  to  pale 
liver-brown,  passing  into  gray  and  pistachio-green  ;  nsually  brown  exter- 
nally, and  light  greenish-yellow  internally.  Streak  paler  than  color. 
Fracture  uneyen,  rather  splintery.    Somewhat  brittle. 

Comp, — 0.  ratio  for  R,  Si,  H=2  :  3  :  1 ;  and  ratio  of  clilorine  to  oxygen  about  1  :  42.  Mak- 
ing the  water  and  chlorid  of  iron  basic,  the  ratio  for  ft  +  H,  Si=l  :  1,  and  the  formula  (t  H-t- 
I  (R;  Fe  CI))-  Si=,  if  Fe  CI  :  Mn  :  Fe  (  +  Ca)=l  :  5  :  8,  Sihca  34-7,  Fe  31-7,  Mn  19  6,  chlorid  of  iron 
7  0,  water  7  0  =  100.  Analyses  :  1,  Hisinger  (Afh..  iv.  317);  2,  same,  making  the  iron  and  man- 
ganese protoxyd,  and  part  of  the  iron  a  chlorid,  and  reckoning  the  loss  as  water  (Ramm.  Min. 
Ch.,  875);  3,  J.  Lang  (J.  pr.  Ch.,  Ixxxiii.  424): 

Si        Fe       5ftn      Fe  Mn 
1.         35-85    35-48  24-26     


35-85 
35-43 


28-07 
30-72 


21-81 
20-51 


Ca 
1-21 
1-21 
0-74 


H 
v.ndtt. 
[6-29] 


CI 
3-77 
3-77 
3-79 


Fe 

  Hisinger. 

3-00 

 ,  ^1  0-24  Lang. 


In  an  earher  trial,  Hisinger  obtained  Si  35-40,  Fe  32-60,  Mn  23-10,  Al  0-60,  the  rest  undeter- 
mined. 

Pyr.,  etc. — In  the  closed  tube  yields  water,  which  reacts  acid.  B.B.  fuses  at  2  — 2-5  to  a  black 
magnetic  glass.  With  the  fluxes  gives  reactions  for  iron  and  manganese.  A  bead  of  salt  of 
phosphorus,  previously  saturated  with  oxyd  of  copper,  when  fused  with  the  pulverized  mineral 
imparts  a  beautiful  azure  color  to  the  flame  (chlorine  i.  Decomposed  by  muriatic  acid,  with  sepa- 
ration of  silica. 

Obs. — Pyrosmalite  occurs  at  Xya  Kopparberg  in  Westmannland,  and  at  Bjelkegruvan,  one  of 
the  iron  mines  of  Xordmark  in  Wermlancl,  Sweden,  where  it  is  associated  with  calc  spar,  pyrox- 
ene, apophyllite,  and  magnetic  iron.  A  hexagonal  prism,  in  the  museum  at  Stockholm,  is  nearly 
an  inch  in  diameter  and  one  and  a  quarter  inches  long,  and  weighs  five  and  a  half  ounces. 

Named  from  -iip,  fire^  and  'oct/^^,  odoi\  in  allusion  to  the  odor  when  heated. 


370.  APOPHYLLITE.  Zeolith  von  Hellesta  C.  Einman,  Ak.  H.  Stockh.,  82,  1784.  ZeoHthus 
■  lamellaris  major  JIuUer,  Be  Zeolithis  Suecicis,  32,  1791.  Ichthyophtlialmite  (fr.  Ut5)  d'Andrada, 
Scherer's  J.,  iv.  32,  1800,  J.  de  Phys.,  li.  242,  180.  Mesotype  epointee  (fr.  Iceland)  E.,  Tr., 
iii.  ItjOl.  Apophyllite  H.^  Xotes  pour  servir  an  Cours  de  Min.  de  1' an  XIII.  (ISi'a),  Lucas 
Tabl.,  i.  2(56,  1806.  Fischaugenstein  TFer^z.,  1808.  Ichthyophthalmit,  Albin,  TT'e/-/i.,  Letztes  Min. 
Syst,  1817.  Tesselite  (fr.  Faroe)  Brewster,  Ed.  PhQ.  J.,  i.  5,  1819.  Oxhaverite  (fr.  Iceland) 
Breiusier,  Ed.  J.  Sci.,  vii.  115,  1827.  Xylochlor  (fr.  Sicily)  v.  Walt,  Yulk.  Gest,  1853,  Leu- 
cocyclite  Htrscliell,  Descl.  Min.,  i.  126,  1862. 


Tetrao'onaL    (9a1-«=:12S°  38';  ^i=l-2515.    Observed  planes:  0, 


6>  A  1=119 


30',  0  A 

388 


399 


386 


^•-2,  ^'-3,  1, 

i01°   2',  bas.,  =  121^ 

A  ^-3  =  161°  34', 
z-2  =  153°26.'  Crystals 
sometimes  nearly  cylin- 
drical or  barrel-shape. 
Cleavage :  0  highly 
perfect;  /less  so.  Also 
massive  and  lamellar. 

K.=z4-5-5.  G.= 
2-3-24;  2-335,  Haid- 
ino-er,  a  variety  from 
Iceland ;  2-359,*^ Thom- 
son.      Lustre    of  0 

pearly ;  of  the  other  faces  \'itreous.  Color  white,  or  grayish  ;  occasionali}^ 
Nvith  a  greenish,  yellowish,  or  rose-red  tint,  flesh-red.    Streak  uncolored 
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Transparent ;  rarely  opaque.  Brittle.  Double  refraction  feeble ;  eitliei- 
positive  or  negative ;  sometimes  a  tesselated  structure  made  apparent  by 


)oiarized  light. 


Var.  — 1.  Ordinary.  Usually  in  crystals,  "which  are  remarkable  for  their  pearly  basal  cleavage. 
Form  sometimes  nearly  cubic. 

H-duy's  Jfe'ioiy2J(i  (^2)0)ntee  vras  an  Iceland  variety ;  Fuchs  and  Gehlen  in  1816  ascertained  its 
identity  with  apophyliite.  In  tabular  crystals  from  tlie  Seisser-Alp  Dauber  found  1  A  1  =  1  vi  ^  7^' ; 
in  red  from  Andreasberg  120'  29'  18"  ;  in  crystals  from  Poonah  119°  43'. 

1.  The  name  Oxliaverde  was  applied  to  a  pale  green  crj^stal  found  in  petrified  wood  at  the  Oxhaver 
Springs,  near  Husavick  in  Iceland.  Albin  of  Werner  (named  from  alhu'<^  white)  is  in  small  nearly 
cubic  crystals,  opaque  white  in  color,  from  Aussig,  Bohemia,  partly  decomposed.  Aylochforc,  from 
Sicily,  IS  olive-green,  and  hjs  Gr.  =  2-29u4;  it  owes  its  color  to  the  presence  of  a  little  iron. 

2.  Tesselite,  from  Faroe,  is  a  cubical  variety,  exhibiting  a  tesselated  structure  in  polarized 
light. 

3.  Ltucocyclile,  when  plates  parallel  to  the  base  are  examined  by  means  of  polarized  light, 
shows  a  black  cross  with  rings  that  are  alternately  white  and  violat  black,  with  compensation 
positive  (whence  the  name,  from  Atrjcrf,  vMite,  and  kvkXi,^,  circle),  instead  of  the  ordinary  colored 
rings — a  peculiarity  observed  in  crystals  from  the  Seisser-Alp,  Andreasberg  (part  of  those  of  this 
locality),  Skye,  Faroe,  Iceland,  Uto,  and  Poonah  in  India.  Some  crystals  from  Uto  and  Cziklowa, 
similarly  examined,  exhibit  a  black  cross  on  a  deep  violet  ground,  with  compensation  negative. 
These  different  optical  phenomena  may  be  presented  by  contiguous  plates  of  the  same  crystal ; 
Descl. 

Comp. — A  sihcate  of  lime  and  potash  containing  some  fluOTine.  0.  ratio  for  R,  Si,  H  mostly 
1  :  3'75  :  2  ;  for  the  analysis  by  Berzeiius,  1:4:  2;  and  for  Ca,  K,  8  :  1.  Ratio  usually  taken  at 
i  :  _4  :  2  ;  which  corresponds  to_R  +  2  Si_+  2  H;  and  if  1  H  be  basic,  the  formula  may  be  li^  Si 
■i-H  Si,  or  more  specially  H  +  i  K  +  f  Ca))-  Si+H  Si=Silica  55*5,  lime  2:s-0,  potash  4-8, 
water  Iti'T^lOO.  This  makes  it  a  Unisilicate,  like  other  tetragonal  silicates,  with  an  opal-like 
(uncrystallizable  ?)  silicate  as  accessory.  The  ratio  of  the  fluorine  to  the  oxygen  has  not  been 
ascertained. 

Analyses:  1,  2,  Berzeiius  (Afh.,  vi.  181);  3,  Rammelsberg  (2d  SuppL,  16);  4,  Stolting  (B.  H. 
Ztg.,  XX.  267);  5,  Rammelsberg  (Min.  Ch.,  505);  6,  C.  T.  Jackson  (This  Min.,  185(',  249);  7,  E.  L. 
Reakirt  (Am.  J.  Sci,  II.  xvi.  84);  8,  J.  L.  Smith  (This  Min,,  304,  1854);  9,  W.  Beck  (Yerh.  Min. 
St.  Pet,  1862,  92);  10,  Haughton  (Phil.  Mag.,  iV.  xxxii. 


Uto 

Faroe,  TesseUte 
Andreasberg 

rdh. 

Radautlial,  G.=  1-961 
Michig^in,   G.  =  2-305 
Nova  Scotia 
L.  Superior,  G.  =  2-37 
Pyterlax,  Finl. 


223) 

Si  Oa  K  F 

52-13  24-71  5-27  16-20-  1  •54=99-85  Berzehus. 

52-38  24-98  5-37  16-20  M 2=  1U0  05  Berzehus. 

51-33  25-86  4-90  und.  1-18  Ramm. 

51-  73  25-02  5'1()  15  73       ?  =  97 -58  Stolting. 

52-  69  25-52  4-75  16-73  0-46  Ramm. 

51-  89  25-60  5-07  16  00  0-91  =  99-47  Jackson. 

52-  ttO  24-88  5-14  l(i-67  1 -7 1  =  101  Reakirt. 
52-08  25-30  4-93  15-92  0-96  =  99-] 9  Smith. 

(1)  52-12  24-99  5-75  16-47  0-84=100-17  W.  Beck. 

10.  Bombay                       51-60  25-08  5-04  16-20  0  97,  ^1 0-24,  Mg  0-08,  Na0-63=99-84  H. 

Xyloclilore  afforded  v.  Waltershausen,  as  a  mean  of  two  analyses  (L  c),  Si  52-07,  Ca  20-57,  Fe 
3-40,  Mg  0-33,  Xa  0-55,  K  3  77,  ^1  1-54,  H  and  C  17-i4  =  99-37.  The  red  color  of  the  Andreas- 
berg crystals  is  attributed  by  Suckow  to  fluorid  of  cobalt. 

Pyr.j  etc. — In  the  closed  tube  exfoliates,  whitens,  and  yields  water,  which  reacts  acid.  In 
the  open  tube,  when  fused  with  salt  of  phosphorus,  gives  a  fluorine  reaction.  B.B.  exfohates, 
colors  the  flame  violet  (potash),  and  fuses  to  a  white  vesicular  enamel.  F.  =  1-5  (v.  Kobell).  De- 
composed by  nuiriatic  acid,  with  separation  of  shmy  sflica. 

Obs, — Occurs  commonly  in  amygdaloid  and  related  rocks,  with  various  zeolites;  also  occasion- 
ally in  cavities  in  granite,  gneiss,  etc.  Greenland,  Iceland,  the  Faroe  Islands,  Poonah  and  Ah- 
mednuggar  in  Hindostan,  aff"ord  fine  specimens  of  apophyliite  in  amygdaloid.  At  Andreasberg,  in 
silver  veins,  traversing gray-wacke  slate  ;  at  Orawicza,  Cziklowa,  and  Szaszka  iu  Transylvania,  asso- 
ciated with  woflastouite  ;  in  Fifeshire,  with  magnetic  iron ;  at  Uto  iu  Sweden ;  at  Puy  de  la  Piquetto 
in  Auvergne,  in  a  tertiary  limestone,  near  intruded  basaltic  rocks ;  at  Fiubo,  Uto,  and  Hallesta, 
Sweden ;  in  the  Tjrrol,  near  Frombach ;  near  Nertschinsk,  Siberia ;  in  Australia ;  the  Valen- 
cian  Mines,  Mexico. 

In  America  it  has  been  found  at  Peter's  Point  and  Partridge  Island,  in  the  Basin  of  Mines,  Nova 
Scotia,  both  massive  and  crystallized,  presenting  white,  reddish,  and  greenish  colors,  and  asso- 
ciated with  laumoutite,  thomsonite,  and  other  minerals  of  trap  rocks;  also  at  Chute's  cove,  Cape 
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d'Or.  Isle  Haute,  Swan's  Creek,  and  Cape  Blomidon.  Large  crystals  occur  at  Bergen  Hill,  N.  J., 
associated  with  aualcite,  pectolite,  stilbite,  datolite,  etc.,  some  of  them  3  inches  across.  It  is  also 
found  at  Gin  Cove,  near  Perry,  Maine,  with  prehnite  and  analcite  in  amygdaloid;  at  the  Cliff 
mine,  Lake  Superior  region  (f.  H'Ji)) 

Apophyllite  was  so  named  by  Haiiy  in  allusion  to  its  tendency  to  exfoliate  under  the  blovrpip:-, 
from  itt:')  and  q»'<\\<)r^  a  lea  f.  Its  whitish  pearly  aspect,  resembling  the  eye  of  a  fish  after  boiling, 
gave  rise  to  the  name  IchtJiyopJdhalmiie,  from  ix(:'(<i,  fish,  and  6(pt)a^,ji6i,  eije. 

The  name  tcldhyoplvhalmite  (or  iclitliyoplithaiine),  given  in  1800  by  d'Andrada,  has  priority.  But 
d'Andrada's  description  (1.  c.)  is  bad  in  all  respects,  answering  much  better  for  pearly  feldspar  or 
adularia,  even  the  specific  gravity  (2*49 1)  being  far  out  of  the  way;  it  affords  some  evidence  that 
he  may  have  drawn  it  from  another  mineral.  It  was  therefore  bardly  a  violation  of  the  strictest 
rule  of  priority  that  Haiiy,  who  had  studied  carefully  the  crystallization  of  the  mineral  before  it 
was  known  to  d'Andrada.  should  have  named  it  anew.  Neither  justice  to  d'Andrada,  nor  the  good 
of  science,  requires  that  the  name  apophyllile  should  now  yield  place  to  the  earlier  one.  The  ear- 
liest analyses  were  made  in  1805  by  V.  Rose  (Gehlen's  J.,  v.),  and  Fourcroy  &  Yauqueliu  (Ann.  du 
Mus..  V.) 

Alt. — Occurs  altered  to  pectolite  near  Tiexno  on  Monte  Baldo,  along  vnih.  unchanged  crystals. 

Artif. — Crystals  have  been  obtained  by  Wohler  from  heated  waters,  and  he  inferred  that  a  tem- 
perature of  160^  F.  was  necessary  to  the  result.  He  stated  that  when  heated  in  water  to  this 
temperature  under  a  pressure  of  1 0  to  1  '2  atmospheres,  it  forms  a  solution  which  crystallizes  on 
cooling  Pearly  radiated  crystals  were  formed  by  Becquerel  through  the  action  of  a  solution  of 
silicate  of  potash  on  plates  of  sulphate  of  lime  (gypsum).  Daubree  has  detected  crystals  of  apo- 
phyllile in  the  Roman  works  at  the  hot  springs  of  Plombieres ;  they  were  covered  in  part  with 
iucrusting  and  stalactitic  hyalite. 


371.  EDINGTONITE.    Haid.,  Brewster's  Ed.  J.  Sci.,  iii.  316,  1825.    Antiedrit  Breitli.,  Char 

164,  1832. 

Tetragonal ;  lierailiedral.  0  A  l-^  =  145°  59' ; 
(2z=0-G7473.  Observed  planes  as  in  the  annexed 
figure,  together  with  another  dome  in  the  zone 
■J,  haviiio;  tlie  summit  angle  144°.  6^  A  1  = 
136°  2uV.  /A  1  =  133°  39V,  /A  i=115°  26, 
1  A  1,  over  summit,  =  92°  41',  i  A  ib.,  =129° 
8'.    Cleavage:  /perfect.    Also  massive. 

H.=4-4-5.  G.  =  2-7],  Haid.  ;  2*694,  Ked- 
dle.  Lustre  vitreous.  White,  grayish-white, 
pink.    Streak  nncolored.    Translucent — opaque. 

Comp.— 0.  ratio  for  S,  Si,  H=:l  :  4 :  7:4;  whence,  if  half  the  water  is  basic,  for  bases,  silica- 
and  water  7  :  7  :  2  =  1 :  1 :  f  ;  and  the  formula  (f  (|H+iSa)^+4^1)-Si3+  If  H.  A  new  determi- 
nation of  the  composition  is  needed.    Analysis:  F.  Heddle  (PhiL  Mag,  IV.  ix  179): 

Si  36-98       Al  22-63       Sa  26  84       Ca  ^r.       Xa  ir.       S  12-46  =  98  91. 

_  Turner  obtained,  in  an  imperfect  and  incorrect  analysis  (Brewst.  Ed.  J.  Sci.,  iii.  318),  Si  35-09, 
Xl  27-09,  Ca  12-68,  H  13-8-2,  loss  11-22  supposed  to  be  some  alkah. 

Pyr.,  etc. — Yields  water,  and  becomes  white  and  opaque.  B.B,  at  a  high  heat  fuses  to  a  col- 
orless mass.    Affords  a  jelly  with  muriatic  acid. 

Obs. — Edingtouite  occurs  in  the  BLilpatrick  Hills,  near  Glasgow,  Scotland,  associated  with  har- 
niotorae,  another  baryta  mineral,  and  also  analcite,  calcite,  etc.  One  specimen  obtained  by  Mr. 
Heddle  weighed  2k  oz. 

Glottal  te  of  Thomson  (Min.,  i.  328),  from  Port  Glasgow,  on  the  Clyde,  Scotland,  is  described 
as  occurring  in  white  crystals  that  "seem  to  be  regular  octahedrons;  at  least  4-sided  pyramids, 
the  faces  of  which  appear  to  be  equilateral  triangles,  are  visible;  other  crvstals  appear  to  be 
cubic."  H.  =  :5-o;  G.  =  2-18;  lustre  vitreous.  Thomson  obtained  (1.  c.)  Si  37-01,  ^1  16-31,  ¥e 
0-5  Ca  _2o-9:-!,  H  21-25  =  99-U0,  Heddle  states  (Phil.  Mag.,  lY.  ix.  181)  that  it  is  probably  eding- 
touite mixed  with  liarmotome,  mentioning  that  Thomson's  mineral  came  from  the  same  locality 
\vith  the  edingtonite,  and  from  the  same  dealer  that  furnished  him  with  the  edingtouite  for  his 
analysis. 


390 


Brittle. 
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372.  GISMONDITE.    Zeagonite  Gismondi,  Csserv.  Min.  di  Roma,  1816,  Tasch.  Min.,  xi.  164, 
1817.  Gismondin  Leo«/i.,  ib.,  ICS.  Gismondine.  Abrazite  ^rez's/a?-,  Instit.  Geol.,  iii.  198.  Aricite. 

Orthorhombic.  /A  7=93°  41'.  0  A  l-z  =  134°  35' ;  a\h:  6=1-0664  :  1  : 
1-011:6.  1-7  A  l-^,  top,  =89°  10',  1  ^  l-z  =  121:°  42',  v.  Lang.  Forms  re- 
sembling square  octahedrons,  bnt  made  up  of  the  planes  /  and  often 
-clustered  into  mannnillated  forms  with  a  drusy  surftice.  Cleavage :  7, 
rather  perfect. 

H.=4-5.  G.  =  2-265.  Colorless  or  white,  bluish-white,  grayish,  reddish. 
Lustre  splendent.  Transparent  to  translucent.  Optically  biaxial ;  optic- 
axial  plane  parallel  to  axis  and  angle  very  large,  v.  Lang ;  but  usually 
only  confused  appearances  in  polarized  light,  Descl. 

Comp.— 0.  ratio  for  R,  Si,  H=l  :  3  :  4| :  4^.  Formula  perhaps  that  of  ekebergite  plus  the 
\vater.    Analysis  by  ^Marignac  (Anu.  Ch.  Phys.,  III.  xiv.  41): 

Si  85-38  ^1  27-23  Ca  13-12  K  2-85  H  2MO=100-18. 

Pyr.,  etc. — At  100°  C.  yields  one-third  of  its  water,  and  becomes  opaque,  B.B,  whitens,  in- 
tuniesces  much,  and  melts  to  a  milky  glass.    Easily  dissolves  in  acids  and  gelatinizes. 

Obs. — Occurs  in  the  leucitophyr,  a  leucitic  lava,  of  the  region  of  Mt.  Albano,  south-east  of 
Rome,  at  Capo  di  Bove,  and  elsewhere,  associated  with  pyroxene,  magnetite,  mellilite,  pliilhpsite, 
wollastonite,  etc. ;  also,  according  to  Kenngott,  on  the  Gorner  glacier,  near  Zermatt,  in  cavities  in 
a  coarse,  granular,  reddisli-brown  garnet-rock,  with  epidote,  calcite,  chlorite,  and  geuthite;  also 
in  the  Yal  di  Xoto,  Sicily,  according  to  Scacchi,  in  white  mammillary  concretions,  fibrous  within. 

The  name  Ztagonite  is  from  ,£'.»,  to  cook,  and  ay<ji><,i^  barren,  and  was  the  first  name  of  the  species. 
Leonhard  substituted  the  describer's  name,  which  it  has  since  held. 

Von  Kobell  and  Marignae  have  analyzed  crystals  from  the  locality  at  Capo  di  Bove  with  a  result 
very  diilerent  from  the  above ;  and  it  is  supposed  that  the  crystals  taken  for  the  analyses  were  a 
mixture  of  gismondite  and  phillipsite.  The  crystals  were,  however,  received  from  the  Itahan  min- 
eralogist Medici-^rpada.  Credner  examined  a  part  of  the  same  lot  of  crystals,  and  has  described 
and  figured  them  in  the  Jahrl).  Min.  1S47,  p.  o59 ;  and  the  figures  have  the  twin  forms  (cruciform 
to  octahedral)  and  striae  of  phillipsite.  He  describes  others  that  are  rounded  octahedral,  with 
rougli  edges  without  the  stritB— the  true  gismondite,  according  to  most  authors — but  adds  that 
even-faced  octahedrons  graduate  imperceptibly  into  the  rough,  and  that  all  appear  to  bo  one  spe- 
cies. He  consequently  makes  all  the  crystals  orthorhombic,  and  closely  related  to  phiUipsite. 
But  V.  Lang  has  shown  that  the  crystals  are  not  twins,  and  have  the  above  angles  (1  hil.  Mag., 
IV.  xxviii.  505). 

Von  Kobell  (in  the  Gel  Anz.  Miinchen,  1839)  described  the  crystals  as  tetragonal,  mentioned  the 
twins,  and  published  the  following  anal^'sis.  He  also  places  the  species  very  near  phiiiipsito,  and 
in  his  Geschichte  der  Min.  (p.  487)  he  even  queries  the  identity  of  the  two.  Marignac  also 
made  the  crystals  tetragonal  octahedrons,  with  the  angles  of  basal  edges  92'  30',  and  of  pyram- 
idal 118°  31.  Analyses:  1,  v.  Kobell  (1.  c.  and  J.  pr.  Ch.,  sviii.  105);  2,  Marignac  (Ann.  Ch., 
Phys.,  Il£.  xiv.  41,  1845): 

Si         ^1         Ca         K  H 

1.  42-60       25-50       7-50         6  80       l7-G()=100-06  Kobell. 

2.  43  64       24-39       6-92       10-35       15  05  =  100*35  Marignac. 

The  0.  ratio  for  the  first  is  near  1 :  4 :  7-|- :  5  ;  for  the  second  1:3:6:  3^^.  These  analyses  are 
sometimes  placed  under  the  name  zeo/jonitt,  as  if  a  third  mineral  existed  at  Capo  di  Bove  distinct 
from  the  phillipsite  and  gismondite.  But  v.  Kobell  holds  that  his  results  give  the  true  composi- 
tion of  gismondite.  L.  Gmelin,  more  than  40  years  ago,  made  a  chemical  examination  that  k-d 
him  to  refer  gismondite  to  phillipsite.  Marignac  regarded  the  mineral  analyzed  by  him  (anal.  2) 
as  true  phiUipsite. 

Certain  pale  bluish  octahedral  crystals  from  Vesuvius,  affording,  according  to  Plnllips,  the 
terminal  angle  122°  58'.  have  been  called  ztagonite,  which  Hausmann  refers  to  zircon  (Handb., 
u.  797). 
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373.  CARPHOLITE.  Karpliolith  Wern.,  Letztes  Min.Syst,  10,  43,  1817. 

Ortliorhombic.  In  radiated  and  stellated  tnfts,  and  groups  of  acieiilar 
crystals.  Eliombic  prisms  of  111*^  27^,  and  68°  33',  Kenngott,  with  lateral 
edges  truncated. 

1I.=:5— 5-5.  G.  =  2-935,  Breithaupt ;  2*9365,  Stromeyer.  Lustre  silky, 
glistening.  Color  pure  straw-yellow  to  wax-yellow.  Opaque.  Yery  brittle. 

Comp. — 0.  ratio  for  Si  H=l  :  1  :  ^,  if  the  bases  are  all  sesquioxyd,  as  made  byy.  Hauer; 
giving  the  formula (Al,  Mn,  3Fe)^  Si^+3  H.  Analyses:  1,  Stromeyer  (Untersuch.,  -ilu);  2,  Stein- 
mann  (Schw.  J.,  xxv.  413) ;  3,  v.  Hauer: 

Si         ^1         Mn  3Pe       Fe         Ca         H  HP 

1.  Sfvlo       28-67       19-16    2'29       0-27       10-78       1-47  =  98-7 9  Stromeyer. 

2.  37-53       20-47       18-33        6-27      11-36   =:99-96  Steinmann. 

3.  -36  15       19  74       20-76        9-87    1-83       10-19    F  1*74=  100-28  Hauer. 

Pyr.,  etc. — In  the  closed  tube  gives  water,  which  reacts  acid  and  attacks  the  glass  (fluorine). 
B.B.  swells  up  and  fuses  at  3-5  to  a  brown  glass.  With  the  flu.xes  gives  reactions  for  manganese 
andiron.   Xot  decomposed  by  muriatic  acid.    Decomposed  on  fusion  with  alkaline  carbonates. 

Obs. —  Occurs  in  minute  divergent  tufts,  disposed  on  granite,  along  with  fluor  and  quartz,  in  the 
tin  mines  of  Schlackenwald.    It  was  named  by  Werner  in  aUusion  to  its  color,  from  kuo^o?,  straw. 

Yon  Kobell  suggests  that  the  mineral  is  altered  marceline  (Geschichte  Min.,  677). 


III.  SUBSILICATES. 

374.  ALLOPHANE.  Allophan  Stromeyer,  Gel.  Anz.  Gott.,  1251,  1816.  Riemannit  Brelih., 
Hoffm.  Min.,  iv.  b,  182,  1817.  Elhuyarit  Sack,  Schw.  J.,  Ixv.  110,  1832  (announced,  not 
named),  Jahrb.  Min.,  28,  1834  (mentioned,  not  described). 

Amorphous.  In  incrustations,  usually  thin,  with  a  manimillary  sur- 
face, and  hvalite-like;  sometimes  stalactitic.  Occasionally  almost  pulveru- 
lent. 

H.=3.  G.=:l*85 — 1'89.  Lustre  vitreous  to  subresinous ;  bright  and 
waxy  internally.  Color  pale  sky-blue,  sometimes  greenish  to  deep  green, 
brown,  yellow,  or  colorless.  Streak  uncolored.  Translucent.  Fracture 
imperfectly  conclioidal  and  shining,  to  earthy.    Yery  brittle. 

Comp.— 0.  ratio  for  ^1,  gi,  H,  mostly=3  :  2  :  6  (or  5);  3^  Si  +  6  H  or  ^1  gi  + 5  H. 
Analyses:  1,  Stromeyer  (Unters.,  308);  2,  Walchner  (Schw.  J.,  xlix.  154);  3,  GuUlemin  (Ann. 
Ch.  Phvs.,  xlii.  260);  4,  Bunsen  (Pogg.,  xxxL  5.3);  5,  Berthicr  (Ann.  d.  M.,  III.  ix.  498);  6-9, 
A.  B.  Northcotc  (PhiL  Mag.,  IV.  xiii.  338);  10,  SiUiman,  Jr.  (Am.  J.  Sci.,  II.  vii.  417);  11,  0.  T. 

H 

41-  30,Cu,C3-06,  gyps.  0-52,3Pe^H^0-27  =  99-88S 
85  75.  Cu  2-33  =  100-95  Walchner. 
35-74,  "  0  95  =  99-83  Guillemin. 
40-23,  Fe  2-74,  Ca  C  2-39,  Mg  C  2-06  Bun. 
44-20,  clay  4  7  =  100  Berthier. 

42-  91,  Fe  0-31,  C  2-73  =  99-71  Northcote. 

39-  19,  Fe  O  il.  C  2*44=99-98  Northcote. 

40-  92,  Fe  ir.  C  1-49  =  100  Xorthcote. 
40-31,  Fe  6  59,  C  l-82  =  99-99  Northcote. 
35-24,  Mg  2-83=99-49  Silhmau. 
37-7,  Mg  0-2=99-2  C.  T.  Jackson. 


Jackson  (ib.,  xix.  119) : 

Si 

Xl 

Ca 

1.  Grafenthal 

21-92 

32-20 

0-73 

2.  Gersbach 

24-11 

88-76 

3.  Firmy,  France 

28-76 

39-68 

4.  Friesdorf,  Elhuy. 

2105 

30-37 

6.  Beauvais 

21-90 

29-20 

t).  N.  Charlton,  yivh. 

20-50 

31-34 

1-92 

7.        "  suhopaque 
8. 

19-58 

87-30 

1-86 

17-00 

39-09 

1-50 

9.        "  ruby-red 

17-05 

32-88 

1  34 

10.  Richmond,  Mass. 

22-65 

38-77 

11.  Tennessee 

19-8 

410 

0-5 
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Tlie  coloring  matter  of  the  blue  variety  is  due  to  traces  of  chrysocolla,  the  green  to  mala-chite, 
f.nd  that  of  the  yellowish  ajid  bro\^Ti  to  iron.  Allophane  occurs  at  Richmond,  Mass.,  mixed  inti- 
uuitely  with  part  of  the  gibbsite  of  that  locality  (Silliman). 

Pyr.,  etc. — Yields  much  water  in  the  closed  tube.  B.B.  crumbles,  but  is  infusible.  Gives  a 
blue  color  with  cobalt  solution.    Gelatinizes  with  muriatic  acid. 

Obs. — Allophane  is  regarded  as  a  result  of  the  decomposition  of  some  aluminous  sihcate 
(feldspar,  etc.);  and  it  often  occurs  incrusting  fissures  or  cavities  in  mines,  especially  those  of 
copper  and  limonite,  and  even  in  beds  of  coal.  It  hnes  cavities  in  a  kind  of  marl  at  Grafenthal, 
near  Saalfeld  in  Thuringia,  where  it  was  first  observed,  in  1809,  by  Riemann,  and  hence  has 
been  caUed  riemanniie.  Found  also  at  Schneeberg  in  Saxony;  at  Gersbach  in  the  Schwarzwald; 
Petrow  in  Moravia,  in  a  bed  of  limonite ;  Chotina  in  Bohemia,  at  a  copper  mine  in  alum  slate  ;  at 
Friesdorf,  near  Boun,  in  hgnite  (the  elhuyarite,  of  a  brownish  or  honey-yellow  color,  with  Gr.=. 
I'ti);  Vise  in  Belgium,  in  the  carboniferous  limestone;  at  the  Chessy  copper  mine,  near  Lyons. 
France ;  in  the  chalk  of  Beauvais,  France,  presenting  a  honey-yellow  color ;  at  New  Charlton, 
n^ar  "\^'oolwich,  in  Kent,  England,  in  old  chalk -pits,  of  amber-yeUow,  ruby-red,  and  nearly  opaque 
white  colors.  In  the  United  States  it  occurs  in  a  mine  of  hmonite,  with  gibbsite,  at  Richmond, 
Mass.,  forming  a  hyaline  crust,  scaly  or  compact  in  structure,  and  brittle;  at  the  Bristol  Copper 
Mine,  Ct. ;  at  MorgantoAvn,  Berks  Co.,  Pa. ;  at  the  FriedensvLUe  ziuc  mines,  Pa. ;  in  the  copper 
mine  of  Polk  Co.,  Teun. 

Named  from  uAXos,  other,  and  (paivw,  to  appear,  in  allusion  to  its  change  of  appearance  under  the 
blowpipe. 

A  yellowish- white  earthy  mineral  from  Kornwestheim,  between  Stuttgart  and  Ludwidsburg, 
with  G.  =  1-794  and  2*098,  consists  of  aUophane  and  aluminite  in  combination,  and  has  been  called 
Kitsel-aluminite  {Siliceous  aluminite)  by  Groningen  and  Oppel.  In  one  of  their  anal.vses  they 
obtained  (Jahresb.  1852,  892,  from  Wiirtemb.  Nat.  Jahreshefte,  1851,  189)  Si  13-06,  S  5-o4,  ^1 
42-59,  ign.  39'32=:100-01. 

A.  Carolathine  F.  L  Sonnenschein  (ZS.  G.  Ges.,  v.  223,  and  J.  pr.  Ch.,  Ix.  268,  1853).  Amor- 
phous, with  a  mammillary  surface,  and  approaching  allophane  in  the  ratio  of  Si  to  Al,  but  con- 
tains less  water.    H.  =  2-.);  G.=  1-515;  color  honey- to  wine-yellow  ;  subtranslucent. 

Analysis  by  Sonnenschein  gave  : 

Si  29-62       ^147-25       H  15-10       C  1-33       H  0-74       0  5-96=100. 

Heated  it  affords  water,  which  is  neutral  in  its  reactions ;  at  a  higher  temperature  decrepitates, 
the  color  darkens,  and  a  black  shining  mass  is  obtained.  B.B.  ignites  without  flame,  owing  to 
the  organic  ingredients  present. 

From  the  coal-bed  of  the  Konigin-Louisa  Mine,  at  Zabrze.  in  Upper  Silesia. 

375.  COLLYRITE.  Das  man  dort  Salpeter  nannte  (fr.  Schemnitz)  Freiesleben,  Lempe's  Mag., 
X.  99,  17it3.  Naturhche  Alaunerde  (fr.  Schemnitz)  v.  Fichtel,  Min.,  170,  17 y4;  Klapr.,  Beiti  , 
i.  257,  1795.    Kollyrit  Karst.,  Tab.,  30,  73,  1800. 

A  clay -like  mineral,  white,  with  a  glimmering  lustre,  greasy  feel,  and 
adhering  to  the  tongue.    G.  =  2  — 2*15.    H.  =  l— 2. 

Comp.— Si+9  H ;  or  1  of  Allophane  +  1  of  Gibbsite=[Xl  Si+6  fi]  +  [^l  H']=Silica  14-14, 
alumina  48-02,  water  37-84.  Analyses:  1,  Klaproth  (Beitr.,  i.  257);  2,  Berthier  (Ann.  d.  M.,  ii. 
47  6);  3,  Kersten  (Schw.  J.,  Ixi.  24);  4,  J.  H.  and  G.  Gladstone  (Phil.  Mag..  IV.  xxiii.  461,  1862): 

Si  Xl  fi 

1.  Schemnitz  14-0  45-0  42-0  =  101  Klaproth. 

2.  Ezquerra  15-0  44-5  40-5  =  100  Berthier. 

3.  Saxony  23'3  42-8  34-7  =  100-8  Kersten. 

4.  Hove  14-49  47-44  36-39,  Ca  0-89,  C  0-79  =  100  Gladstone. 

In  other  specimens  Gladstone  (1.  c.)  obtained  from  8  to  3  p.  c.  of  silica,  indicating  a  varying 
proportion  of  hydrate  of  alumina. 

Pyr.,  etc.— Yields  water.  B.B.  infusible.  Gives  a  blue  color  when  heated  with  cobalt  solu- 
tion.   Gelatinizes  with  nitric  acid.    Does  not  fall  to  pieces  in  water,  or  increase  in  weight. 

Obs.— From  Ezquerra  in  the  Pyrenees;  near  Schemnitz,  Hungary;  near  Wessenfels,  Saxony; 
at  Hove,  near  Brighton,  England,  in  fissures  in  the  upper  chalk,  of  a  pure  white  color  and  very 
soft. 

The  name  collyrium  (-coXXi'pof)  was  applied  by  the  Greeks  to  the  "Samian  earth;"  Karsten 
adopted  it  because  the  description  of  this  earth  by  Dioscorides  answers  well  for  the  above  mineral. 
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3T5A,  DiLLXTfE  Haid.  (Pogg.,  Ixxviii.  577,  1849)  is  a  related  sulostance.  Earthy,  with  II.  =  1-3 
—  2;  Gr.  =  2"574:— 2-835.    Analyses:  Hutzelmann  aud  Karafiat  (Pogg.,  Ixxviii.  57Gj : 

Si  ^1         Mg       Ca  H 

1.  22-40       56-40       0-44       tr.       21'13,  Fe,  Mn,  alk.  ^r.  =  100-37  Hutzelmann. 

2.  23-53       53-00       1-76     0-88      20-05  =  99-22  Karatiat. 

The  analyses  correspond  to  the  formula  AP  Si^+9  H=Silica  24-39,  alumina  54-23,  H  21-38. 
The  dilluite  is  the  gangue  of  the  diaspore  of  Schemnitz,  at  a  place  cahed  Dilln.  Dr.  J.  L.  Smith 
obtained  a  very  diflerent  result  for  a  similar  material  from  the  same  Schemnitz  locality,  as  aiven 
under  Pholerite  (q.  v.) ;  and  it  is  probable  that  dilluite  is  a  mixture  of  diaspore  and  kaohnite  or 
pholerite. 

376.  SCHROTTERIT^.    Opalin-AUophan  Sckrdtter,  Baumg.  Ztg.,  iv.  145,  1837.  SchrOtterit 
Glocker,  Grundr.,  536,  1839.    Opal  AUophane. 

Resembles  allopliane ;  soinetiines  like  gum  in  appearance. 

H.  =  3  —  3*5.  G.  =  1'95  — 2*05.  Color  pale  emerald-  to  leek-green,  green- 
ish-white, yellowish,  or  at  times  spotted  with  brown.  Translucent  to  nearly 
transparent. 

Comp.— 0.  ratio  for  S,  Si,  E[=4  : 1 :  5  ;  AP  Si"  +  30  H  ;  equivalent  to  3  [Al  Si  +  5  H]  +  5  [Al  H^], 
or  3  of  allophane  and  5  of  gibbsite.  Analyses :  1,  2,  Schrotter  (J.  pr.  Ch.,  xi.  380) ;  3,  J,  W. 
Mallet  (Am.  J.  Sci.,  II.  xxvi.  79)  : 

Si      ^1      3Fe      H      Ca      Cu  H 

1.  Styria  11-95    46-30    2-95    36-20    1-30    0-25    0-7S=:99-73  Schrotter. 

2.  "  11-93    46-28    2-66    35-50    1  03    0-25    0-48  =  98-14  Schrotter. 

3.  Alabama     (|)10-53    46  48    41-09,       0-77,  Fe,  Mg  ir.,  S  0-8u  =  99-67  Mallet. 

Pyr.,  etc. — B.B.  acts  like  allophane,  but  burns  white.    Decomposed  by  acids. 

Obs. — From  Dollinger  mountain,  near  Freienstein,  in  Styria,  in  nests  between  clay-slate  and 
granular  Hmestone ;  in  Cornwall;  at  the  Falls  of  Little  River,  on  the  Sand  Mta.,  Cherokee  Co., 
^AJabama,  as  an  incrustation  over  half  an  inch  thick  and  partly  stalactitic.  resembling  gum  arabic 
when  broken,  having  H.=3-5,  and  G.=  1-974. 

376A.  ^-CARBEOiTE  Vemon  (Phil.  ^lag.,  II.  v.  178,  1829)  is  a  white  clayey  substance,  ahied  to 
schrotterite  in  composition.  It  is  without  lustre,  highly  adhesive  to  moist  surfaces,  and  may  be 
polished  by  the  nail ;  H.  =  2-(t;  Gr._=r485?_  Composition,  according  to  an  imperfect  analysis  by 
Ternon  (1.  c),  Si  lO-.pO,  Al  42 -.oO,  Fe  n-25,  H  46-75.  In  a  second,  equally  imperfect,  he  obtained 
Si  7-90,  Al  42-75,  H  48-55,  Fe  0-80=  loO.  Does  not  fall  to  pieces  in  water,  but  increases  in 
weight.  It  fills  the  veinings  of  a  sandstone,  which  is  much  marked  with  oxyd  of  iron,  or  of  its 
septaria,  on  the  coast  of  Scarborough,  Yorkshire,  England. 


II.  ZEOLITE  SECTIOX. 

ARRAXGEMEXT    OP    THE  SPECIES. 

J.  MESOTYPE  GROUP.  Anisometric;  angle /A /near  90°  ;  cleavage  parallel  to /.  Crystalliza- 
tions  often  acicular,  or  long  fibrous  and  radiating ;  thomsonite  sometimes  in  short  nearly  rec- 
tangular forms,  with  flat  summits,  and  sometimes  fohated,  but  with  a  less  pearly  and  mora 
glassy  surface  than  in  stUbite. 

il  B  Si  H  Si  H 

377.  Thomsonite  1    3    4    2^        1    1     f  (f  Ca-F^Xa),  ^1, 2  Si,  2iH 

378.  Xateolite  1    3    6    2         1    1|   ^  (|)      Xa,  ^1,  3  Si,  2  H 
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it  K  Si  fl  Si  fi 

379.  SCOLECITE              1  3  6  3  1  ■  H  f  (I)  Ca,Xl,aSi,3fi 

380.  Ellagite               1  3  6  3  i    i|  |(|)  (f  Ca+^Fe),  ^1, 3  Si,  3fi 

381.  Mesolite               1  3  6  3  I    H  lit)  (|Ca  +  iXa),^l,3Si,3fi 

II.  LEYTNITE  GROUP.    Hexagonal      A      106°,  nearly. 

382.  Levyxite  1    3    6    4         1    1^    1  (i)      (Ca,  Na,  K),  ^1, 3  Si,  43 

III.  AFALOITE  GROUP.    Isometric,  or  else  orthorbombic  with  J  A  7=120°.    0.  ratio  foi 
K,  B,  Si=  1:3:8,  or  1 :  3  :  9.    Never  fibrous  or  acicular. 

383.  Analcite  1    3    8    2  1    2     i  Na,  ^1, 4  Si,  2  fi 

384.  EuDNOPHiTE  1    3    8    2  1    2     ^  Ka,  Xl,  4  Si,  2  H 

385.  Eaujasite  1    3    9    9         1    2^  2i  (iCa+iNa),  ^1, 4^  Si,  9H 

lY.  CHABAZITE  group.     Hexagonal,  or  else  ortborhombic  with  I A  7=120°.  0.  ratio  foi 
E,  ^,  Si=l :  3 :  8,  or  1 :  3 :  9.    Never  fibrous  or  acicular.    Not  pearly  foliated, 

386.  Chabazite  1    3    8    6  1    2    H  (4  Ca+i(Na,  K)),  3^1, 4  Si,  6H 

387.  GiiELmTE  1    3    8    6  1    2    H  (iCa+t(Na,K)),  ^1, 4  gi,  6H 

388.  Heeschelite  1    3    8    5  1    2    1^  (f  Na+iK:),^l,4Si,  5H 

Y.  PHILLIPSITE  group.    Ortborhombic;  7a  7  near  90°.    Often  in  cruciform  twins;  never 
fibrous  or  acicular.    Not  pearly  fohated. 

889.  PHILLIPSITE  1    3    8    5  1    2    IJ  (f  Ca+^K),  ^1, 4  Si,  5  fi 

YI.  HARMOTOME  group.    Ortborhombic;  7a 7=124°— 125°.    Often  in  cruciform  twins; 
never  fibrous  or  acicular.    Lustre  vitreous. 

390.  HARMOTOiiE  13  10    5  1    2i  li  (i)       Sa,  3^:1, 5  Si,  5  H 

YII.  HYPOSTILBITE  GROUP.    Like  the  mesotypes  in  acicular  and  fibrous  crystallizations  and 
absence  of  pearly  cleavage.    0.  ratio  for  R,  R,  gi=l :  3 :  9. 

391.  HYPOSTILBITE         1    3    9    6  1    2i  H  (i)       (§Ca  +  f  Na),^l,4^Si+6ll 

YIII.  STILBITE  GROUP.  Ortborhombic  or  monoclinic,  with  an  easy  pearly  diagonal  or  basal 
cleavage.    0.  ratio  for  R,  fi,  Si=  1:3:12. 

392.  Stilbite  1    3  12    6          13    U  {^)  Ca,  Xl,  6  Si,  6  fl 

393.  Epistilbite  1    3  12    5          13    IJ  (|)  Oa+iNa),  ^1, 6  Si,  53 

394.  Heulandite  1    3  12    5          1    3    li  (|)  Ca,Al,6Si,5H 

395.  Brewsterite  1    3  12    5          1    3    1^  (|)  (f  Sr+ilSa),  ^1,  6  Si,  5 

396.  Mordenite  1    3  18    6          1    4^  H  (i^  Oa+iXa),  Al,  9  Si,  6  H 


Appendix. — 397.  Sloaxite.    398.  Saspachite. 
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In  tlie  preceding  table  the  constituents  of  the  species  are  stated  without  the  arrangement  of 
them  into  Ibrmulas.  The  reseml)lauce  to  the  Feldspar  group  in  oxygen  ratio  seems,  at  first 
thought,  to  imply  resemblance  at  least  in  scheme  of  composition.  But  it  has  been  observed  (p. 
3vi4)  that  instead  of  unity  of  crystaUine  form  and  physical  characters,  as  in  the  Feldspar 
group,  tliere  is  the  utmost  diversity.  A  relation  between  the  proportion  of  silica  and  alkali  holds 
through  the  feldspars;  but  none  exists,  or  could  be  rightly  looked  for,  among  the  varied  groups 
here  bronglit  together  under  tlie  name  of  zeolites.  The  water  present  has  produced  tlie  wide 
divergence  from  the  feldspars ;  and  it  is  therefore  probable  that  this  water  is  in  part,  at  least, 
basic.  This  being  so,  they  may  pertain  to  the  two  divisions  of  Unisilicates  and  Bisilicates.  In 
the  following  table  they  are  arranged  under  these  heads,  and  formulas  added  to  correspond  with 
this  reference  of  them. 

The  species  of  the  Mesotype  and  Levynite  groups  are  made  Unisilicates,  because  they  have  not 
silica  enough  for  the  bisiiicate  type.  Thomsonite  has  the  0.  ratio  for  the  bases  and  silica  =  l  + 
3  :  4=1  :  1,  or  that  of  a  true  UuisihcaLe;  and  natrolite,  if  the  water  be  basic,  is  also  unisilicate. 
Further,  the  close  isomorphism  of  the  several  species  of  the  Mesotype  group  renders  it  probable 
that  they  are  similar  chemically,  and  therefore  all  unisilicate. 

The  species  of  the  remaining  groups  have  silica  enough  for  Bisilicates,  and  are  so  arranged  in 
the  following  table.  Yet  those  of  the  groups  3  to  5  have  water  enough  for  Unisilicates,  if  this 
water  be  mainly  basic.  Thus  chabazite  and  gmelinite  have  a  unisilicate  ratio,  if  two-thirds  of  tho 
water  is  basic;  and  hersclielite  and  phillipsite,  if  four-fifths.  But  the  facility  with  which  part  of 
the  water  in  these  species  escapes  is  evidence  that  a  considerable  part  of  it,  at  least,  is  not  basic. 
Chabazite  loses  over  7  p.  c.  of  water,  or  more  than  a  third,  by  simple  exposure  to  dry  air.  For 
other  similar  facts,  see  under  the  species  beyond.  It  is,  therefore,  not  at  all  probal)le  that  enough 
water  is  basic  to  make  the  species  uuisihcate.  In  the  preceding  table,  the  iraction  written  alter 
the  column  of  H  indicates  the  proportion  of  water  wliich  is  made  basic  in  the  formulas  which 
here  follow: 

1.  UNISILICATE. 


].  Thomsonite  (i(f  Ca  +  i]Sra)3  +  f  3tlf  Si'  +  3f  H 

Ifatrohte  (i  (f  H+i  Na)^  +  i  Alf  Hi' 

Scolecite  (i  (f  li  +  i  Ca)^  +  i  Al/  Si'  +  H 

Mesolite  (i  (|  H  + 1  Ca  + 1  NajS  +  tii'+R 


Ellagite 
2.  Levynite 


Si  1 04 1  (i  (f  ea+iNa2)+|/iAl),  +  liaq 
Si  II 04 1  (i  (I  H2  +  i  Na,)  +  i  /JAl), 
Si  II 04 1  (i  (f  H,  +  i  0a)  +  i  /^Alj.,  -i-i  aq 
Si  II O4 11  (i  it  H.2  +  i  (ea,  Na.,)) +i  /iAl),+ 
TVaq 

Si  II O4 II  (i  (f  H,  +  i  R)  +  i  fJ±\),  +  i  aq 

(i  (I  H+MCa,  Na,  K))^  +  i  Al}^  Si^  +  2  il  Si  |1 04 1  (i  (|      +  ^  (E,,  R))  +  i  i3±l),  + 

Jaq 


(i(fII  +  tCa  +  ^Fer  +  iAl)^Si'+H 


2.  BISILICATE. 


3.  Analcite 
Eudnophite 
Faujasite 

4.  Chabazite 
Gmelinite 
Hersclielite 

5.  PhUlipsite 

6.  Harmotome 

7.  HypostUbite 

8.  Stilbite 


(i]SV+f3^1)§i^+UH 
(iJsV+f^^ljSi^+HH 
afi+f  (Ca,  ]S[a))^+f  Al)Si^+wII 

(i  ( 1  Oa  +  i  Xa)^ + 1  ^1)  Si^+ 4i  H 
(i  a  Ca+f  Xa)^  +  f  ^1)  S.'+4^^  H 
(i  (f  Na+ i  Kj^+f  Al)  Si^+  3|  II 

a  (I  Oa+i  K)^+i  XI)  Si^+3f  II 

(|(iII+i]6af+|3^1)gi^+2jH: 


Si  Of  O2 11  aNa2  +  |,5Al)  +  iaq 
Si  Oil  02 II  (iNa..  +  f/?Al)+iaq 
Si  e  II      II  (i  H2  +  i  (€a,  Na^))  +  f  Al)  +  7i  aq 

Si  O  II O2 II  a  (ea,  Na2)+f  /?A1)  + aq 
Si  e  II O2 II       ea+^Na2)+f /iAl)  +  Haq 
Si  O I O2 II  (i  (f  K.,) +f  /?A1)  + 11  aq 

Si  O  i  O,  II  (i  (f  ea+i  K2)+f  ,.^A1)+  H 


Si  0 11 02 II  (I  a  H2  +  i  fia)+f  /?Al)+i  aq 

(1  H+l  (Ca,  Na) Xlj  Si^  +  3| H  Si  0  i  O2  i  (i (i H^+f  (0a,  Na.,))^^ /?A1)  + 

Ijaq 

(^(|-H+^Ca)^-}-iXl)  §:H2H  Si0||02  i(H|H2+i0a)+i/?Al)-f-|aq 
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EpistilbLte  (iafl+K6a,]Sra)f +i^l)gi^+Hfl  SiO  lOs  R,)+i/?ry)+iaq 
Heulandite  H  +  ^  Oa)='  +  i  ^1)  Si^  +  U II  Si  O  i      ||  (i  (f  II^+i  ea)+i  aq 

Brewsterite       it  H+U^a,  Sr))3+i  ^1)  Si^+  H  H  Si  0 1|      ||  U  (s  H-.+i  (fia,  Sr))+i 

iaq 

9.  Mordenite      ^(f  H  +  ^Ca,  ^^a)f +  SiO  i      1  (f  (f  Il^+^ea,  ]Sra2))+-^ 

iaq 

The  term  zeolile  was  first  used  by  Cronstedt  in  1756  (Transactions  of  the  Swedish  Academy, 
vol.  xviii.),  for  certain  minerals  tha.t  fused  with  much  intumescence ;  the  word  being  derived  from 
<£(■',  to  boil,  and  aWoc^  stone.  Before  the  close  of  the  century  five  subdivisions  had  been  recognized 
by 'Werner  and  the  mineralogists  of  his  school:  (1)  Melilzeolith  (mealy  zeolite);  (2)  Fasriger 
ztolith  or  FiXserzeolith  (fibrous  zeolite) ;  these  two  corresponding  to  the  more  modern  mesotype 
(or  uatrolite.  scolecite,  mesolite,  and  thooisonite) ;  ('.^)  Slraliliger  zeolith  or  ^'^ra/i/zeo/rt/i  (radiated 
zeolite),  now  stilbite ;  (4)  Blatiriger  ztolith  or  BlaiierzeolUh  (foliated  zeolite),  now  heulandite  and 
apophjdlite  ;  (5)  Wiirfelzeolith  (cubic  zeolite),  now  cliabazite  and  analcite.  Moreover,  Kreuzstein, 
later  called  harmotome,  and  Prelinite  were  regarded  as  distinct  species ;  and  so  also  Lains  Lazu  % 
which  had  been  ranked  with  the  zeolites  by  Wallerius. 

In  1801  Haiiy  gave  the  name  Mesotype,  or  Zeolite  proper,  to  the  varieties  included  under  the 
first  two  of  the  above  subdivisions,  together  with  apophyllite  ;  and  took  a  second  backward  step, 
whicli  he  nevef  retraced,  in  uniting  those  of  the  third  and  fourth  in  one  species  under  the  name 
of  Stilbite.    At  the  same  time  he  rightly  removed  Analcime  from  the  old  Cubic  zeolite. 

In  180B  natroUte  was  separated  from  mesotype  by  Klaproth,  and  hence  his  name  should  stand 
for  the  species  so  designated.  In  1813  Scolecite,  and  in  1816  Mesolite,  were  separated  by  Fucha 
and  Gehlen  ;  and  in  1^20  Thomsonite  by  Brooke.  Haiiy's  name  mesotype  is  at  present  restricted, 
or  should  be,  to  a  generic  use  to  include  the  group  of  zeolites,  viz.,  natrolite,  scolecite,  mesolite, 
and  the  l  elated  species. 


377.  THOMSONITE.  Mesotype  pt.  iZ".,  Tr.,  1801.  Thomsonite  (fr.  Scotland)  Brooke,  Ann. 
PhQ.,  xvi.  193,  1820.  Comptonite  (fr.  Somma)  ^rews^er,  Ed.  Phil.  J.,  iv.  131,  1821.  Mesole 
Berz.,  Ed.  Phil.  J.,  vii.  6,  1822.  Triploklas  Breitli.,  Char.,  1832.  ChalUite  T.  Thomson,  Mm., 
i.  324,  1836.  Scoulerite  R.  D.  Thmison,  Phil.  Mag.,  III.  xvii.  4(j8,  1840.  Ozarkite  (fr.  Arkan- 
sas) Shep.,  Am.  J.  Sci.,  II.  ii.  251,  1846.  Karphostilbit  v.  Walt,  Vulk.  Gest,  272,  1858.  Earoe- 
lite  (=Mesole)  Heddle,  Phil.  Mag,  lY.  xiii.  50,  1857,  xv.  28,  1858. 
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Orthorliombic.  /A  7=90°  40' ;  <9  A  1-2=.144°  9' :  a-.h:  c=0-7225  : 1 : 
1*01  IT.  Observed  planes,  as  in  the  annexed  fignre,  with  also  a  very 
low  macrodonie,  nearly  coincident  with  (9,  having  the 
summit  angle  177°  35,  Xaumann.  0  A  24=125°,  i-ihl 
=  134°  40'.  Cleavage:  i-i  easily  obtained;  i-l  less  so; 
0  in  traces.  Twins  :  cruciform,  having  the  vertical 
axis  in  common,  and  i-l  of  one  part  coincident  witli 
i-l  of  the  other ;  one  of  the  pair  of  prismatic  planes  in 
each  broader  than  the  other.  Also  columnar,  structure 
radiated  ;  in  radiated  spherical  concretions  ;  also  amor- 
phous and  compact. 

H.  =  5— 5-5.  G.  =  2-3— 2-4;  2*35— 2*38,  fr.  Seeberg, 
Zippe  ;  2-357,  fr.  Ilauenstein,  Eamm.  Vitreous,  more  or 
less  pearly.  Snow-white ;  impure  varieties  brown.  Streak  uncolored.  Trans- 
parent— translucent.  Fracture  uneven.  Brittle.  Pyroelectric.  Double 
refraction  weak  ;  optic-axial  plane  parallel  to  0 ;  bisectrix  positive,  norma] 
to  i-l ;  divergence  82° — 82^°  for  red  rays,  from  Dumbarton ;  Descl. 
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Var. — 1.  Ordinary,  (a)  In  regular  crystals,  usually  morp  or  less  rectangular  in  outline.  (6) 
[n  slender  prisms,  olten  vesicular  to  radiated,  (c;  Radiated  fibrous,  {d]  Spherical  concretions, 
consisting  of  radiated  fibres  or  slender  crystals,  (e;  Massive,  granular  to  impalpable,  and  white 
to  reddish-brown. 

2.  Ift-sole  [Farochie  of  Heddlel  the  original  from  Faroe,  occurs  in  spherical  concretions,  con- 
sisting of  lameUar  radiated  individuals,  pearly  in  cleavage.  The  component  crystals  gave 
Heddle,  for  a  vertical  prism.  127°  20  ,  which  is  within  8  of  the  corresponding  angle  in  thonison- 
ite;  and  Descloizeaux  regards  the  two  as  optically  identical.  It  occurs  with  mesolite  and  apo- 
pluilite,  and  probably  owes  its  slight  excess  of  sihca  to  mixture  with  the  former  of  these  minerals, 
or  else  with  free  silica.    Mesole  was  long  since  referred  to  thomsonite  by  Ilaidinger 

Scoulerite  R.  D.  Thomson,  from  Port  Rush,  Antrim,  is  mesole  in  structure.  It  has.  Dr.  Thom^ 
son  observes,  "the  same  composition  as  thomsonite,  with  only  (according  to  an  analysis  by  R. 
D.  Thorar.on)  rather  less  alumina,  and  6.^  p.  c.  of  soda.    The  analysis  has  not  been  published. 

3.  Chal'l'k  Thomson,  is  a  compact  variety,  of  a  reddish-brown  color,  from  the  Donegore  Mts., 
Antrim.  Thomson  described  it  in  his  Minera  ogy  (i.  324)  as  having  G-  =2-252,  and  as  containing 
y  p.  a  of  sesquioxyd  of  iron  (most  improbable  with  so  low  sp.  gr.).  In  the  Phil.  Mag.  for  1810 
(x\'ii.  IdS  ).  he  describes  apparently  the  same  brown  "uncrystallized  "  mineral  as  having  G^.=2-29, 
with  the  same  constitution  as  the  Kilpatrick  thomsonite,  according  to  an  analysis  by  R.  D. 
Thomson"— an  analysis  not  published.  He  gives  the  locahty,  Ballimony,  Antrim.  Yon  Hauer 
analyzed  the  chalilite,  and  found  considerable  magnesia  with  only  a  trace  of  iron.  Greg  x  Lett- 
som  observe  (Xlin.,  160)  that  the  scou'triie  graduates  into  the  compact  chalilite.  In  view  of  the 
facts,  it  can  harcUy  be  doubted  that  it  is  impure  thomsonite. 

Oza.rkite  is  a  massive  thomsonite,  as  shown  by  Smith  and  Brush,  either  granular  or  compact, 
and  of  a  white  color,  with  G-.  =  2-21. 

Comp.— 0.  ratio  for  R,  R,  Si.  H=l  :  3  :  4  :  2i;  corresponding  to  2  Si,  Al,  (J  Ca+^Xa),  2\TL= 
SiUca  36-9.  alumina  31-6,  lime  12-9,  soda  4'S,  water  13-S  =  100.  Analyses:  1,  Berzelius  (Jahresb., 
ii.  96);  2,  Rammelsberg  (J.  pr.  Ch.,  lix.  34y) ;  3,  Retzius  (Jahresb..  iv.  154) ;  4,  Zippe  (Yerh. 
G^es.  Mus.  Bohm.,  v.  39.  1S36);  5,  6,  Rammelsberg  (Pogg.,  xlvi.  288);  7,  Melly  (Bib.  Univ.,  N. 
8.,  XV.  193);  S,  Rammelsberg  (J.  pr.  Ch.,  Ux.  348);  9,  10^  Smith  &  Brush  (Am.  J.  Sci.,  IL  xvi. 
50);  11,  12,  Waltershausen  (Yulk.  Gest,  272,  277): 


Si 

1.  Kilpatrick  38-30 

2.  Dumbarton  38-09 
8.  Faroe  39-20 

4.  Seeberg,  Compt  38-25 

5.  "  38-73 

6.  "           "  38-77 

7.  Elbogen  37-00 

8.  Hauenstein  39'63 

9.  Ozarkiie  36-85 

"  37-08 

11.  Carphostilbite  39  28 

12.  Cyclopean  I.  3 9 -66 


^1 

Ca 

Xa  K 

3n-70 

13-54 

4-53   

31-62 

12-60 

4-02   

30-05 

10-58 

8-11 

32-00 

ll-y6 

6-53  

30-84 

13-43 

3-85  0-54 

31-92 

11-96 

4-54 

M1-U7 

12-60 

6-25  

31-25 

7-27 

8-03   

29-42 

13-95 

8-91   

31-13* 

13-97 

3-72   

29-50 

12-38 

4-U9  0-38 

31-45 

l3-;^3 

5-30  1-00 

*  "With  some  Fe"' 


13-10  =  100-17  BerzeHus. 
13-40=100-20  Rammelsberg. 
13-40,  Fe  0-5=101-84  Retzius 
1  1-50  =  100-21  Zippe. 
13-10=100-49  Rammelsbero-. 
12-81  =  1(10  Ramm.    G.  =  2-37. 

12-  24=99-16  MeUv. 

13-  30  =  99-48  Ramm.    G.  =  2-357. 
13-SU,  Fe  1  55  =  99  4s  S.  &  B. 
13-80  =  99-70  Smith  &  Brush. 
13-^3,  Mg.)-i3,  Fe  1-49=11  •0-48  W. 
11-39=1 02 *33  AYaltershausen. 


The  following  are  analvses  of  M'isole:  1,  Berzelius  (Jahresb.,  iii.  1^7);  2,  3,  Hisinoer  (ib..  v. 
217,  XX.  214);  4,  Thomson  (Ed.  X.  Phil.  J.,  xvii.  186);  5-7,  Heddle  (1.  c);  8,  v.  Kobell  (J.  pr. 
Ch.,  xcviii.  135);  9,  How  (Ed.  X.  PhiL  J.,  II.  viiL  ,207,  1858);  10,  0.  C.  Marsh  {priv.  contrib.): 


Si 

Al 

Ca 

Xa 

it 

1. 

Faroe 

42 -nO 

28  00 

11-43 

5-63 

12-70 

=  100-36  Berzelius. 

2. 

Annaklef 

42-1 7 

27  Oo 

9-00 

10-19 

11-79 

=  10'»-15  Hisiiiger. 

3. 

41-52 

26-80 

8-07 

10-80 

11-79 

=  98-99  Hisinger. 

4.  Bombay 

42-70 

27-50 

7-61 

7-UO 

14-71 

=  99-52  Thomson. 

5. 

Storr 

41-32 

28-44 

11-54 

5-77 

13-26 

=  100-33  Hedd.e. 

6. 

Portree 

41-20 

30-<i0 

11-40 

4-38 

13-20 

=  10"- 18  Heddle. 

7. 

Uig 

43-17 

29-30 

9-82 

5-33 

1-2-40 

=  100-<i2  Heddie. 

8. 

Iceland 

41  00 

£1-66 

10-73 

4-50 

12-11: 

=  100-00  KobelL    G.  =  2' 

9. 

B.  of  Fundy 

41-26 

29  60 

11-71 

5-29 

12-73 

=  100-59  How. 

10. 

C.  Blomidon 

41-64 

30-52 

9-21 

4-95 

13-11, 

K  0-44=9y-87  Marsh. 

0.  ratio,  according  to  BerzeUus,  1  :  3  :  5  :  |.  1  :  3  :  4i  :  2i^  corresponds  better  with  ana^  3, 
5,  6,  8,  and  this  varies  but  httle  from  the  composition  of  thomsonite. 
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Dr.  Thomson  found  for  his  chalilite  (1.  c).  Si  ?.6-56,  ^1  26-20,  Fe  9  28,  Ca  10-2 Xa  2-'72,  Ti 
]6  f.rt=  mi-TO.  Ton  Hauer  obtained  (Jahrb.  G.  Reichs.,  1S53)  Si  b8'56,  27*71,  Fe  tr.,  Mg  6-b5. 
Ca  12-01,  H  U-32. 

The  Hauenstein  mineral  (formerly  called  raesolite  of  Hauenstein)  occurs  mixed  with  natroli;  , 
and  this  accounts  for  the  results  of  Freissmuth's  analysis  (Schw.  J.,  xxv.  425),  which  difiti 
v.-idely  from  Rammelsberg's  later  results  (anal.  S). 

P>x.,  etc.— The  ^S'ittelgebirge  mineral  changes  but  slightly  in  moist  or  dry  air,  according  to 
Da;::Our;  after  two  hours  at  280°  C.  it  loses  6'1  p.  c,  and  very  slowly  regains  the  water  lost  in 
the  open  air,  the  loss  being  reduced  to  1*5  p.  c.  after  forty  hours.  At  a  red  heat  the  loss  is  13'3 
p.  c,  and  the  mineral  becomes  fused  to  a  white  enamel.  B.B.  fuses  with  intumescence  at  2  to  a 
v/hite  enamel.    Gelatinizes  with  muriatic  acid. 

Cbs. — Found  in  cavities  in  lava  and  Other  igneous  rocks;  and  also  in  some  metamorphic  rod: 
'viih  elajolite. 

Thomsouite  occur?  near  Kilpatrick,  and  at  Kilm.alcolm  and  Port  Glasgow,  Scotland,  ui  amygda- 
loid; in  the  lavas  of  Somma  {comptonite)  \  in  basalt  at  the  Pflasterkaute  in  Saxe  "Weimar;  at  Sec- 
berg  and  elsewhere  in  Bohemia,  in  the  cavities  of  clinkstone ;  in  the  Cyclopean  islands.  Sicily, 
will!  analcite  and  phillipsite ;  in  Faroe:  in  phonohte  at  Hauenstein;  in  Hungary,  near  Scheni- 
nltz;  the  Tyrol  at  Theiss;  at  Monzoni,  Fassa  ;  in  straw-yellow  needles  (carphostilhiit)  at  the  Beru- 
tiord,  Ice'and,  G.  =  2-o62. 

Long,  slender,  prismatic  crystallizations,  of  a  grayish-white  color,  are  obtained  at  Peter's  Point, 
Nova  Scotia,  where  it  is  associated  with  apophyllite,  mesotyije,  laumontite,  and  other  trap  min- 
erals; fibrous  radiated  and  amorphous  {ozarkite)  at  Magnet  Cove,  in  the  Ozark  Mts.,  Arkansas,  in 
cavities  in  ela?ohte  (from  the  alteration  of  which*  it  has  apparently  resulted),  with  slender  prisma 
of  apatite. 

Mtsolt  is  from  the  cave  of  Xalsoe,  island  of  Faroe ;  Disco  I.,  Greenland ;  Annaklcf,  Sweden ;  a 
few  miles  west  of  C.  Blomidon,  Bay  of  Fundy,  near  the  small  \illage  of  Ft.  George. 

On  twin  crystals,  see  H.  Guthe,  lith  Jahresb.  Ges.  Hannover,  Jahrb.  Miu.  18(55,  479. 

PiCROTHOMSOXlTE  MentgJiini  &  Bechi  (Am.  J.  Sci  ,  II.  xiv.  G-i,  1852).  Like  thomsonite  in 
form,  and  near  it  m  composition.  The  soda  is  replaced  by  magnesia,  and  possibly  as  a  result  of 
alteration.  Occurs  in  radiated  masses,  laminated  in  stracture.  and  cleaving  with  equal  ease 
parallel  to  two  sides  of  a  rectangular  prism;  H.  =  5;  G.  =  2'278;  lustre  pearly;  white;  trans- 
parent in  small  fragments ;  very  fragile. 

.  COMP.— (Ca,  ilg;'  Si+2i  Al  Si+4^H,  Bechi.  Analysis:  Si 40-36,  Al  31-25,  Mg  6  26,  Ca  10-99, 
Ka,  K  0'2S^,  H  10-79=99-94.  B.B.  fuses  to  a  white  enamel,  with  intumescence.  Dissolves  in  cold 
acids  and  gelatinizes.  Occurs  ^ith  caporcianite  in  the  gabbro  rosso  of  Tuscany.  The  name, 
from  -iKi,6i^  hitter,  and  thomsonite,  aUudes  to  the  magnesia  present. 

378.  NATROLITE.  Zeolit  pt..  Zeolites  crystalhsatus,  prismaticus,  capillaris  (fr.  Guptafsberg\ 
CronsL,  Min.,  102,  1758;  Z.  albus  fibrosus,  capiUaris,  etc.  (fr.  Iceland  and  Gustafsb.),  v.  Born, 
Lithoph.,  46,  1772;  de  Lisle,  Crist,  1772,  1783.  ilehl-Zeolith,  Fasriger-Z.,  Wern..  Ueb.  Cronst., 
243,  1780;  Faserzeohth,  Nadelzeolith,  Wern.  Mealy  Zeolite,  Fibrous  Zeolite,  Needle  Zeolite. 
Zeohte,  Mesotype,  pt,  R,  Tr.,  liL  1801.  Natrohth  (fr.  Hogau)  Klapr.,  K  Schrift  Nat  Gc>. 
Fr.  Berlin,  iv.  243,  1803,  Beitr.,  v.  44,  1810.  H6gauit  Selb.,  Schrift,  ib.,  395.  Natrolite  II., 
Cours  de  Min.,  1S04,  Lucas  TabL,  i.  338,  1806.    Natron-Mesotype.  Soda-Mesotype. 

Krokalith  (Crocalite)  (fr.  Felvatza)  Estner,  Min.,  ii.,  pt  2,  559,  1797.  Bergmannit  (fr.  Friedr ' 
icksvarn)  Schumacher,  Verz.  diin.  Foss.,  46,  1801.  Spreustein  Wern.,  1811,  Hoflm.  Mn..  ii. 
303,  1812.  Radiolith  Esrnark,  Hunefeld,  Schw.  J.,  lii.  361,  1828.  Brevicit  (fr.  Brevig)  .\ 
Strom,  Jahresb.,  xiv.  1834.  Lehuntite  Thomson,  Min.,  I  338,  1836.  Eiseu-Natrolith  C.  Ber'j:- 
mann,  Pogg.,  Ixxxiv.  491,  1851  ;  Iron-Natrolite.  Savite  Meneghini,  Am.  J.  Sci.,  II.  xiv.  64,  1852. 
Galaktit  Ilaid.,  Kenng.  Ber.  Ak.  Wien,  xii.  290,  1854,  xvL  157,  1855.  Fargite  Heddle,  Phil 
Mag,  lY.  xiii.  50,  1857.    Palaeo-Natrolith  Scheerer,  Pogg.,  cviii  410,  1S59. 

Ortliorliombic.    I A  7=91°,  0  A  23' ;  a:h:  c=0-35825  :  1  : 

1'0176.  Observed  planes:  prismatic,  i,  i-i;  octahedral,  1,  l-fj-  (a?),  3-,^ 
(^between  1  and  i-i).  lAi-i=lW  30',  1  A  1,  ov.  x,  =  US°  20',  adj.=r 
142"  40',  J  A  1  =  116°  40',  X  A  a?=146°  28',  1  A  3-3=:153°  30'.  Crystals 
nsiiallv  slender,  often  acicular  ;  frequently  interlacing,  divergent,  or  stel- 
late.   Also  librous,  radiating,  massive,  granular,  or  compact. 
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H.=5-5-5.  G.  =  2-17— 2-25;  2-240,  Eergen  Hill, 
Brush.  Lustre  vitreous,  sometimes  inclining  to  pearly, 
especially  in  librous  varieties.  Color  white,  or  colorless  ; 
also  o-rayish,  yellowish,  reddish  to  red.  Streak  uncolored. 
Trans[)arent — translucent.  Double  refraction  weak  ;  op- 
tic-axial plane  i-z ;  bisectrix  positive,  parallel  to  edge 
///;  axial  divergence  94° — 96^,  red  rays,  for  Auvergne 
crystals ;  95"^  12'  for  brevicite  ;  Descl. 

Comp.— 0.  ratio  for  R,  if,  Si,  H  =  l  :  8  :  6  :  2  ;  corresponding  to  8  Si, 
^1,  Xa,  2 11= Silica  47-2,  alumina  27-0.  soda  16-3,  water  9-5=100. 

Var. —  L  Ordinary.  Commonly  either  (a)  in  groups  of  slender  colorless 
prisms,  often  acicular.  with  /.\/='.ir,  Ilaid.,  91°  85.  G-.  Rose,  and  1/\1  = 
148'  20',  Haid,  144"  4(V,  G.  R.,  148"  88'.  Philhps ;  or  in  li'-r-u^  divera-ent 
or  radiated  masses,  vitreous  in  lustre,  or  l:»ut  sli?:liily  n  r  v  piio-o  r;i(lial:ed  forms  often  resem- 
ble those  of  thomsonite  and  pectolite);  oftL'n  al-i)  (-•)  solid  amvu-dnles,  usually  radiated  tilDrous, 
and  somewhat  silky  in  lustre  within;  and  \  <a)  rarely  coinpaet  massive. 

Galadiie  is  ordinary  natrohte,  occurring  in  col:irljss  acicular  crystallizations  in  southern  Scot- 
land, instituted  as  a  species  on  an  erroneous  anaiysis.  FarjUe  is  a  red  natrolite  from  Glen  Farg 
(anal.  24),  containing,  like  galactite.  about  4  p.  c.  of  liiuc. 

Bsrgraannite  {=  spreusttin.  hr>:f<dt-j,  r-nlio  -Y-.  /../'/  -  ''•"'-■/••.  is  natrolite  from  the  zircon-syenite 
of  southern  Xorway.  near  Brevig.  on  tiio  I.:in  jc>uti  Uior  l,  (jccurring  tihrous,  massive,  and  in  loiig 
prismatic  crystallizations,  and  from  white  to  red  iu  color.  //,  /='.'!',  G.  Rose;  90'  ~jA:  .  Ken.i- 
g-ott;  and  1  \  1  =  142'  55',  G.  Rose,  148'  .  Keinigott;  and  1  \  1,  side.  =142'  49  .  Kenng.  Tiie 
reddish  varieties  are  impure  from  mixture  witli  disseminate  1  diaspore,  as  shown  by  S  •'  -  oid 
hence  the  variations  from  natrolite  m  composition.  The  radiolite  is  in  rad.ated  raas^  .;- 
pact  fibrous  nodules,  of  a  grayish  color,  from  Eckefiord,  having  G.  =  2-275  — 2-2S6.  T-i.  -  li. 
als  result  from  the  alteration  of  elieolite,  cancrinite.  and  oiigoclase,  according  to  Blum  and  S;8- 
mann  &  Pisani.  The  planes  8-3  occur  on  brevicite  (G.  Rose).  Crocalite,  from  the  Ural,  is  a  red 
zeolite,  identical  with  the  bergmannite  of  Laurvig ;  occurs  in  small  amygdules,  and  is  fibrous 
or  compact. 

Savitt:,  according  to  Bella's  crystallographic  and  other  obser'^ati3ns  (X.  Cimento,  185S).  is  noth- 
ing but  natrolite,  occurring  in  slender  colorless  prisms  of  the  same  angles.  Sella  found  //\  /= 
91',  I ,\  ^=l\n°  35',  -i- A  4,  macr.,  =  148'  Id'.  It  comes  from  a  serpentine  rock  at  Mt.  Caporci- 
ano,  Italy,  and  specimens  are  ordinarily  not  pure  from  serpentine.  Menegliini  states  that  11.= 
3*0  and  G.  =  j!"45.    See  for  composition  below. 

2.  Iron-natroUte  (Eisennatrolith  Bergm.)  is  a  dark  green  opaque  variety,  either  crystalline  or 
amorphous,  in  which  a  fourth  of  the  alumina  is  replaced  by  Sesquioxyd  of  iron  (anal.  30j;  it  has 
H.=5;  G.  =  2*353.    Occurs  with  the  Brevig  brevicite. 

Analyses:  1,  Klaproth  (Beitr.,  v.  44);  2,  Fuchs  (Schw.  J.,  viii.  358,  xviii.  8):  3,  Riegel  fJhrb. 
Pharm.,  xiii.) ;  4,  5,  Fuchs  (1.  c.) ;  6,  Thomson  (Min.,  i.  817) ;  7,  v.  KoijcU  (J.  pr.  (.'li.,  xiii.  7  :  s.  ( vl. 
Gmehn  (Pogg.,  Ixxxi.  311);  9,  10,  Scheerer  (Pogg.,  Ixv.  276);  11,  Sieveking,  12,  S/i  -  r  r  V  : :., 
cviiL  433);  18,  Scheerer  (Pogg.,  Ixv.  276);  14,  Souden  (Pogg.,  xxxiii.  1121;  1"-,  l^i.  iv  r.:.-  G. 
Rose's  Min.  Syst,  1S52.  96] ;  17.  Michaelson  (CEfv.  Ak.  Stockholm.  18G2,  5i):)):  1^,  lllosivrcta 
(Kenng.  Uebers.,  1858,  72);  19,  A'atonne  (Ann,  d.  M.,  V.  xii.  684);  2u,  v.  Haucr  (Ber.  Ak.  "Wiea, 
xii.  290);  21-27,  Hedclle  (Phil  Mag.,  IT.  xi.  272);  28.  Bru^h  (Am.  J.  ScL,  II.  xxxi.  865);  29, 
C.  A.  Joy  (Ann.  Lyc.  N.  Y.,  viii.  122) ;  30,  C.  Bergemann  (1.  c);  31,  R.  D.  Thomson  (Thomson's 
Min.,  i.  33S);  32-34,  0.  C.  Marsh  (priv.  contrib.) : 


Si 

Fe 

Ca 

Xa 

K 

H 

1.  Hogau 

48-00 

24-25 

1-75 

16-50 

9-00=99-50  Klaproth. 

2. 

47-21 

25-60 

1-35 

16-12 

8-88=99-16  Fuchs. 

3. 

n 

48-05 

25-8U 

2-10 

15'75 

9-00=  100-70  Riegel 

4. 

Auvergne,  cryst. 

47-76 

25  88 

16-21 

9-81=9'.i-16  Ftiohs. 

5. 

Tyrol,  fibrous 

4S-63 

24-82 

0-21 

15-69 

9-G0  =  98-95  Fuchs. 

6. 

Antrim,  cryst. 

47-56 

26-42 

0  58 

1-40 

14-93 

10-44=101-83  Thomson. 

7. 

Greenland,  massive 

46-94 

27-00 

1-80 

14-70 

9-60=100-04  Kobell. 

8. 

Laurvig,  Xatrulite 

48-68 

26-37 

16-00 

0-85 

9-55  =  li  O-i'o  G:uehn. 

9. 

Bergmannite^  red 

47-97 

26-66 

0-73 

0-68 

14-07 

tr. 

9-77  =  99-88  Scheerer. 

10. 

"  white 

48-12 

26-96 

0  22 

0-69 

14-23 

ir. 

10-48=100-7  Scheerer. 

11. 

Brevig,  Bergm.,  vjhite 

47-16 

26- 13 

0-53 

0-53 

IS-hO 

9-47  =  99-42  Sieveking. 

12. 

"  red 

44-50 

3U-05 

0  98 

0-83 

13-52 

9-93=99-81  Scheerer. 
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Si 

Al 

3Fe 

Ca 

Xa 

K 

fi 

lo.  Radwlite 

48-38 

26-42 

0-24 

0-44 

13-87 

1-54 

9-42  =  100-3  iScheerer. 

14.  Brevig,  JBreviciie 

15.  "  " 

43-88 

28-39 



6-88 

10-32 



9-68,  Mg  0"21  =  99-31  S. 

48-32 

26-24 



ir. 

15-97 



9-47  =  10u00K6rte. 

16.  " 

48-50 

26-05 



tr. 

Ui-49 



9-29  =  100-33  Kcjrte. 

17.  " 

47-73 

26-04 

053 

2  22 

13-37 

0-40 

10  24=100-55  Michaelson 

18.  Fassa,  irl. 

48-34 

27-43 



3-6U 

9-00 



1O-30,  Mg  0-4<i,  hygr.  H 
0-90  =  99  97  Hlasiweti 

1.9.  Algeria 

46-50 

26-30 



0-73 

15-20 



11-00  =  99-73  Vatonne. 

20.  Bishopt.,  Galactite 

46-99 

26-84 



4-36 

9-68 

0-45 

10-56,  Ji  (100')  0-4  9  = 

99-87  Hauer. 

21.      "             "  w. 

47-60 

26-60 



0-16 

15-86 



9-56=99-78  Heddle. 

22.      "             "  rdh. 

47-76 

27-20 



0-93 

14-28 



9-56  =  99-72  HedcUe. 

23.  Glenfarsr,  " 

48-24 

27-00 

0  82 

14-82 



9-24=  100-12  HedcUe. 

24.     "     ^      "  red 

47-84 

27-11 



4-31 

113U 

10-24=100-81  Heddle. 

25.  Campsie  H.,  " 

47-32 

27-36 



2-63 

18-35 



10-39=  101-05  Heddle. 

20.  Kilpatrick,  " 

48-03 

25-26 

0-86 

2-31 

13-98 



9-72,  Mg0-40  =  ln0-56H. 

27.  Duu)l)artoi],  " 

46-96 

26-91 



3-76 

12-83 



9-50  =  99-96  Heddle. 

28.  Bergen  IliU 

47-31 

26-77 



0-41 

15-44 

0-85 

9-84=100-12  Brush. 

29.  Xew  York 

47-04 

26-76 

14-56 

10-99  =  99-35  Jov. 

30.  Iron-Nairolite 

46-54 

18-94 

7-49 

14-04'' 

9-37,  Fe  2-40,  Mn  0-55 
=  99-33  IBergemann. 

31.  Lehuntite 

47-33 

24-00 

1-52 

13-20 

13-60  =  99-65  Thomson. 

32.  Two  Islauds,  K  S. 

46-84 

27-19 

0-24 

14-89 

1-50 

9-79=100-45  Marsh. 

33.  C.  Blomidon,  N.  S. 

45-74 

28-38 

0-27 

14-23 

1-16 

10-11=99-89  Marsh. 

34.  Bergen  HUl 

48-43 

26-96 

0-49 

13-09 

1-U6 

9-71  =  99-74  Marsh. 

a  With  a  little  potash. 


Scheerer  has  shown  (Fogg.,  cviii.  416)  that  the  bergmannite  and  brevicite,  when  of  a  red  or 
reddish  color,  contain  4  to  7  p.  c.  of  diaspore  (a  kind  containing  some  iron).  The  specimen  for 
anal.  12  contained  (if  p.  c;  and,  allowing  for  this,  the  aDalysis  becomes  Si  47-47,  Al  26-83, 
Fe  0-60,  Ca  0-88,  Xa  14-42,  H  9-61  =  99-81.  This  fact  explains  the  discrepancies  in  other 
analyses. 

.S«i-i^e  afforded  Bechi  (1.  c.)  gi  49-17,  Al  19  66,  Mg  13-50,  Xa  10-52,  K  1-23,  H  6-57  =  100-67. 
Sella  suggests  that  the  magnesia  may  come  from  the  associated  serpentine. 

Pyr.,  etc. — The  Auvergue  natrolite  undergoes,  according  to  Damour,  no  loss  in  dried  air.  At 
240'  C.  it  loses  nearly  all  its  water  and  becomes  milk}"-  and  opaque ;  and  if  afterward  exposed  to 
the  free  air,  it  regains  all  it  had  lost,  excepting  its  transparency  and  firm  texture  ;  if  again  heated, 
it  loses  its  water  at  about  90"  C.  In  the  closed  tube  whitens  and  becomes  opaque.  B.B.  fuses  quietly 
at  2  to  a  colorless  glass.  Fusible  in  the  ilame  of  an  ordinary  stearine  or  wax  candle.  Gelatinizes 
with  acids. 

Obs. — Occurs  in  cavities  in  amygdaloidal  trap,  basalt,  and  other  igneous  rocks  ;  and  sometimes 
in  seams  in  granite,  gneiss,  and  syenite.  It  is  found  in  the  graustein  of  Aussig  and  Tcplitz  in 
Bohemia ;  in  fine  crystals  at  Pu}'  de  Marman  and  Puy  de  la  Piquette  in  Auvergne  ;  at  Aipstein, 
near  Sontra  in  Hesse ;  Monte  Baldo,  Tyrol ;  Fahsathal,  Tyrol ;  Kapnik  in  Hungary ;  Dellys  in 
Algeria ;  Hogau  in  W-iirtemberg  (the  Faserzeolith  W.\  in  yeUomsh  radiated  masses ;  etc.  In 
red  amygdules  (crocalite)  in  amygdaloid  of  Ireland,  Scotland,  and  the  Tyrol ;  the  amygdaloid  of 
Bishoptown  (galactite),  acicular  crystals,  several  inches  long;  at  Glen  Farg  in  Fifeshire  ;  in  Dum- 
bartonshire ;  in  Renfrewshire  ;  at  Glenarm  in  the  county  of  Antrim  ;  at  Port  Rush ;  and  at  Ma- 
gee  Island,  near  Larne,  Ireland. 

In  Xorth  America,  natrolite  occurs  in  the  trap  of  Nova  Scotia,  at  Gates'  mountain,  Cape  d'Or, 
Swan's  Creek,  Cape  Blomidon,  Two  Islands ;  at  Bergen  Hill,  K  J. ;  sparingly  at  Chester,  Ct. ;  at 
Copper  Falls,  Lake  Superior,  in  crystals,  sometimes  on  native  copper ;  also  on  Xew  York  Island. 

Named  Mesotype  by  Haily,  from  juto-./j,  middle,  and  rv-m,  type,  because  the  form  of  the  crystal — 
in  his  view  a  square  prism— was  intermediate  between  the  forms  of  stilbite  and  aualcite.  Na- 
trolite, of  Klaproth,  is  from  natron,  soda;  it  alludes  to  the  presence  of  soda,  whence  also  the  name 
SQda-raesotyp)e,  in  contrast  with  scolecitc,  or  lime- mesotype.  Schumacher's  name  bergmannite,  after 
Berg-maim,  dates  from  the  same  year  (1801)  with  Haiiy's  menotype. 

Alt. — Occurs  altered  to  prehnite.    Iron-natrohte  is  probably  an  altered  variety. 


379.  SCOLECITE.  Skolezit  GehUn  &  Fuclis,  Schw.  J.,  viii.  361,  1813.  Mesotype  pt. 
Fibrous  Zeolite  pt.  Lime-Mesotype.  Poonahlite  Brooke,  PhiL  Mag.,  x.  110,  1831.  Punahlit 
Germ. 
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Monoclimc.  (7==89°  6',  /A  /=91°  36',  6>  A  1-1  =  161° 
0-34S5  :  1  :  1-0282.  Observed  planes  :  0  ;  prismatic,  7, 
i-i  (only  as  composition-face),  ^'-2  ;  liemidome,  1-?'; 
liemioctahedral,  1,  -1,  3.  1  A  1  =  141°  40',  -1  A  -1  =  144° 
20',  /  A  1  =  116°  27',  /A  -1  =  143°  28',  i-\  A  1  =  107°  40', 
-1  =  107"  56'.  Crystals  long  or  short  prisms,  or 
acicular,  rarely  well  terminated,  and  always  compound. 
Twins  :  composition-face  i-i  (ortliod.) ;  strias  on  i-l  meet- 
ing along  a  vertical  line  in  an  angle  of  24*^  to  26°,  the 
lines  converging  downward  on  the  implanted  crystals. 
Cleavage  :  /nearly  perfect.  Also  in  nodules  or  massive  ; 
fibrous  and  radiated. 

II.=5— 5-5.  G.=2-16— 2-4.  Lustre  vitreous,  or  silky 
when  librous.  Transparent  to  subtranslucent.  Pyroelectric,  the  free  end 
of  the  crystals  the  antilogue  pole.  Double  refraction  weak  ;  optic-axial 
])lane  normal  to  divergence  53°  41',  for  the  red  rays;  bisectrix  nega- 
tive, parallel  to  i-l ;  plane  of  the  axis  of  the  red  rays  and  their  bisectrix 
inclined  about  17°  8'  to  i-i,  and  93°  3'  to  1-i. 

Var. — a.  In  acicular  crystals,  l.  Fibrous,  radiated,  c.  Massive.  I A  7=91°  22',  Phillips  and 
Descl. ;  \)V  35',  G.  Rose.  /A  1  =  116'  84',  DescL;  117^  10',  Phillips.  1  A  1  =  144'  40',  Rose  and 
Descl. ;  144'  15',  Rose.  Foonahlite  of  Brooke,  from  Poonah,  Hmdostan,  has  the  angle  I A  7=91° 
49',  Kenngott. 

Comp.— 0.  ratio  for  R,  fi,  Si,  H=l  :  3  :  6  :  8 ;  corresponding  to  3  Si,  ^1,  Ca,  3  fl^Silica  45-8, 
alumina  2H-2,  lime  14-3,  water  13'7  =  100.  Analyses:  1-3,  Fuehs  &  Gehlen  (Schw.  J.,  xviii.  18); 
4,  Guillemin  (Ann.  d.  M.,  xii.  8);  5,  Riegel  (J.  pr.  Chem..  xl.  317);  6,  Gibbs  (Pog-s:..  Ixxi.  565);  7, 
Glilich  (Pogg.,  lix.  373);  8,  Domeyko  (Ann.  d.  M.,  TV.  ix.  3);  9,  Scott  (Ed.  Phil.  X  liii.  277);  10, 
,T.  W.  Taylor  (Am.  J.  Sci.,  II.  xviii.  410);  11,  P.  Collier  (priv.  contrib.) ;  12,  Gmehn  (Pogg.,  xlix. 
538): 


gi 

Ca 

Xa 

H 

1.  Iceland 

48-93 

25-99 

10-44 

13-90=99-26  Fuchs  &  Gehlen. 

2. 

Faroe,  crijsi. 

46-19 

25-88 

13-86 

0-48 

13-62  =  100  03  Fuchs  &  Gehlen. 

o 

Staffa,  fibrous 

46-75 

24-82 

1420 

0-39 

13-64=98-80  Fuchs  &  Gehlen. 

4. 

Anvergne 

49-0 

26-5 

r5-3 

9-0  =99-8  Guillemin. 

5. 

Mederkirchen 

48-16 

23-50 

14-50 

0-30 

i:S-50  =  99-96  RiegeL 

6. 

Iceland 

46-72 

25-90 

lH-71 

13-67  =  100  Gibbs. 

7. 

u 

46-76 

26-22 

13-H8 

13-94=100-6  Giilich. 

8. 

Chili 

4H-3 

26-9 

13-4 

14-0  =  100-6  Domeyko. 

9. 

Mull,  Scotland 

46-21 

27-00 

13-45 

13-78=100-44  Scott. 

10. 

E.  Indies 

46-87 

25-32 

13-80 

0-45 

13-46,  K  0  13  =  100-03  Taylor. 

11. 

Ghauts 

45-80 

25-55 

13-97 

0-17 

14-28,  K  0-30=100-07  Collier.  G.= 
13-39,  K  ^r.  =  99-81  Gmelin. 

12. 

Foonahlite 

45-12 

3(J-44 

10  20 

0-66 

Pyr.,  etc. — According  to  Damour,  Iceland  columnar  masses  lost  nothing  in  dried  air;  nothing 
until  the  heat  appHed  exceeded  100'  C. ;  at  300'  it  had  lost  5  p.  c,  which  it  regained  in  moist 
air;  at  a  dull  red  heat  the  loss  was  12  p.  c,  and  it  was  no  longer  hygroscopic;  at  a  bright  red  it 
lost  13-9  p.  c,  and  became  after  intumescence  a  wliite  enamel.  B.B.  sometimes  curls  up  like  a 
worm  (whence  the  name  from  o-kwXi?^,  a  luorm.  which  gives  scolecite,  and  not  scolesite  or  scoltzite); 
other  varieties  intumesce  but  slightly,  and  all  fuse  at  2 — 2-2  to  a  white  blebby  enamel.  Gelati- 
nizes with  acids  like  natr elite. 

Obs. — Occurs  in  the  Berufiord,  Iceland,  where  the  crystals  often  exceed  two  inches  in  length, 
and  are  occasionally  a  quarter  of  an  inch  thick.  It  has  also  been  met  with  in  amygdaloid  at 
Stafla;  in  the  Isle  of  Mull;  in  Skye.  at  Talisker;  near  Eisenach  in  Saxony;  near  the  Yietsch 
Glacier,  Yalais;  near  Poonah,  in  the  Yendayah  mountains,  Hindostan;  in  Greenland;  at  Pargas, 
Finland ;  in  Anvergne ;  the  valley  of  Cachapual,  in  Chili. 

R.  Hermann  states  (J.  pr.  Ch.,  Ixxii.  26)  that  he  took  a  white  amorphous  plastic  mass  from  a 
crevice  in  the  columnar  basalt  of  Stolpen,  Saxony,  and  put  it  away  in  a  liox ;  and  that  after  a  long 
time,  on  opening  the  box,  he  found  there,  not  the  amorphous  mass,  but  a  gToup  of  white  acicular 
crystalSj  which  had  all  the  aspect  of  scolecite. 


430 


OXYGEN  COMPOUXDS. 


380.  Ellagite  a.  Kordensldold  (Beskrifti.,  etc.,  155,  1855).  Regarded  by  Ramraelsberg  as  f 
ferriferous  uatrolite.  Occurs  in  yellow,  brownish,  or  reddish-yellow  crystalline  masses  ;  crystals 
cleavable  in  two  directions  with  the  intersections  near  90° ;  opaque  to  subtran since nt ;  pearly  on 
a  cleavage  surface.  Igelstrom  obtained  (Eamm.  Min.  Ch.,  860)  Si  47-73,  ^1  2o'20,  Pe  6  57,  6a 
8-72,  H  12-81^:101-03,  which,  taking  the  iron  as  protoxyd,  as  the  excess  suggests,  gives  the  0. 
ratio  I  :  3-1  :  6-5  :  3,  or  1  :  3  :  6  :  3,  and  the  general  constitution,  therefore,  of  natrohte.  B.B. 
forms  a  white  enamel. 

381.  MESOLITE.  Jmc/is  cfc  <7e7iZe7i,  Schw.  J.,  viii.  353,  xviii.  Ifi,  1816.  Mesotype  pt.  Fibrous 
Zeolite  pt.  Mehl-Zeolith  pt.  Lime-and-Soda  Mesotype.  Antrimolite  Thom.^  Min.,  i.  326,  18:36. 
Harringtonite  Thorn.,  Ed.  N.  Phil.  J.,  xvii.  186,  1834. 

Tri clinic  ?  Descl.  ;  but  nearly  isomorphous  witli  scolecite,  and  similar  in 
acicular  crjstallizations.  IaT=SS°  to  88°  15',  and  91°  41'  to  92°  ;  ter- 
minal angles  of  pyramid  142°  — 143°,  and  146°  — 14G°  10',  the  latter  between 
faces  of  the  two  united  halves.  Cleavage  :  /  and  /'  perfect.  Crystals  al- 
ways twins  ;  plane  of  composition  one  or  both  vertical  diagonal  planes.  In 
more  or  less  divergent  groups  or  tufts,  often  very  delicate ;  lateral  planes 
connnonly  vertically  sti'iated.  Also  massive  ;  nodules  or  masses  usually 
silky  fibrous  or  columnar  ;  often  bristled  with  capillary  crystals  ;  sometimes 
consisting  of  interlaced  fibres  ;  rarely  stalactitic,  radiated  fibrous  within ; 
occasionally  cryptocrystalline,  porcelain-like. 

H.  =  5.  G.  =  2-2  — 2*4;  2-39,  Iceland.  Lustre  of  crystals  vitreous;  of 
fibrous  massive  more  or  less  silky.  Color  white  or  colorless,  grayish,  yel- 
lowish. Fragile.  Transparent — translucent ;  opaque,  wdien  amorphous. 
Erittle,  but  tough  when  cryptocrystalline.  Optical  characters  different 
from  those  of  scolecite,  and  compatible  only  with  a  triclinic  form,  Descl. 

Var. — Besides  (a)  the  ordinary  acicular  and  capillary  crystallizations,  divergent  tufts  (less 
dehcate  commonly  than  those  of  natrohte,  but  sometimes  downy),  and  fibrous  nodules  or  masses, 
mesolite  occurs  (&)  in  fibrous  stalactites,  with  the  fibres  radiating  from  the  centre — tlie  variety 
called  Antrimolite  by  Thomson,  from  Antrim,  Ireland,  having  H.=:3-5— 4,  G.=:2-096  ;  also  (c)  amor- 
phous, chalk -white,  like  an  almond  in  lustre,  opaque  and  tough,  with  H.  =  5  — 5-5,  and  G.  =  2-21, 
the  variety  named  Harringtonite  by  Thomson,  also  from  Antrim;  Gr.  =  2'174,  Haughton.  Ac- 
cording to  Keungott,  the  prismatic  fibres  of  the  antrimolite  have  I A  1=91°  13',  and  two  vertical 
edges  are  bevelled  by  a  prism  of  150°  So'. 

Comp.— 0.  ratio  for  R,  K,  Si,  H=l  :  3  :  6  :  3;  corresponding  to  3 Si,  ^1,  (|  Ca-l-iNa),  3H= 
Silica  45*6,  alumina  26-0,  Ume  9  5,  soda  5-2,  water  13-7  =  100.  Analyses:  1,  Berzelius  (Jahresb., 
iii.  147);  2-5,  Fuchs  &  Gehlen  (Schw.  J.,  xviii.  1);  6,  Reigel  (J.  pr.  Ch.,  xl.  317);  7,  Thomson 
(PhiL  Mag.,  1840);  8,  Breidenstein  (Ramm.  5th  Suppl.,  168);  9,  v.  Waltershausen  (Yulk  Gest., 
267);  10,  Thomson  (Min.,  i.  326);  10-15,  Heddle  (Phil.  Mag.,  IV.  xiii.  50,  148);  16,  17,  H.  How 
(Am.  J.  Sci.,  II.  xxvi  32);  18,  19,  Thomson  (1.  c);  20,  v.  Hauer  (Ber.  Ak.  Wien,  1854);  21, 
Haughton  (PhU  Mag.,  IV.  xxxii.  225);  22,  23,  0.  C.  Marsh  (priv.  contrib.): 


Si 

^1 

Ca 

Na 

ft 

1. 

Faroe 

46-80 

26-50 

9-87 

5-40 

12-30=100-87  Berzelius. 

2. 

"  cryst. 

47-00 

26  13 

9-35 

5-47 

12-25  =  100-20  Fuchs  &  Gehlen. 

3. 

Iceland,  fibrous 

11 

46-78 

25-66 

10-06 

4-79 

12 -31 =99-60  Fuchs  &  Gehlen. 

4. 

47-46' 

25-35 

10-04 

4-87 

12-41  =  100-13  Fuchs  &  Gehlen. 

Tyrol 

46-04 

27-00 

9-Rl 

5-20 

]2-:;6  =  100-21  Fuchs  &  Gehlen. 

6. 

Xiederkirchen 

46-65 

27-40 

9-26 

4-91 

12-110  =  100-22  Riegel. 

7. 

Giant's  Causeway 

48-88 

26  36 

7*64 

4  20 

12-32,  Mg  2-46=101-86  Thomson. 

8. 

Iceland 

45-78 

27-53 

9-00 

5-03 

12-38,  K  0-31  =  100-03  Breidenstein. 

y. 

Berufiord,  Iceland 

46-41 

26-24 

9-68 

4-46 

13-76,  K  0-41.  Mg  0-01  =  100-97  Waltersh 

10. 

Antrimolite 

43-47 

30-26 

7-50 

15-32,  K  4-10,  Fe  0-19,  CI  0-10=100  84  T 

11. 

45-98 

26-18 

10-78 

454 

13-00  =  100-45  Heddle. 

12. 

Talisker,  Syke 
Storr, 

46-71 

26-62 

9-08 

5-39 

12-88  =  100-63  Heddle. 

]:i 

46-72 

26-70 

8-90 

5-40 

12-92  =  100-64  Heddle. 

14. 

Kilmore,  " 

46-26 

20-48 

1000 

4-98 

13-04=100-76  Heddle. 

15. 

Xaalsoe,  Faroe 

46-80 

26-46 

9-OS 

514 

12-28=99-76  Heddle. 

HYDROUS  SILICATES,  ZEOLITE  SECTION. 
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Si 

Al 

A, 

Ca 

Na 

IG.  Nova  Scotia         (|)  4G-tjG 

26-48 

9-63 

4-63 

17. 

46-71 

26-68 

9-55 

5"68 

18. 

Harringtoniie  44-96 
"  44-84 

26-85 

11-01 

5-56 

ID. 

28-48 

10  68 

5-56 

20. 

"  45-71 

26-58 

11-48 

O-80 

21. 

"       Bombay  45'GO 

27 -30 

12-12 

2-76 

2i. 

C.  Blomidon,  N.  S.  45-89 

27-55 

9-13 

5-09 

23. 

Sandy  Cove,  K  S.  45-89 

28-09 

7  -55 

5-28 

H 

12-25  =  99-90  IIow. 

11-  42=1  On  04  How. 
10-28,  Fe  0-88  =  99-.j4  Thomson. 
l(i-28=99-85  Thomson. 
lP,-ll=riO()-68  Hauer. 

12-  99,  Mg/r.,  K  0-63  =  101-40  H.  G.  =  2-l74. 
12-79,  K  0-48=100-93  Marsh. 
12-71,  K  0-49  =  99-51  Marsh. 

Pyi.,  etc.— Yields  ^vater  in  the  closed  tube.  B.B.  becomes  opaque,  swells  up  into  vermicular 
forms,  but  not  in  so  marked  a  manner  as  scolecite,  fusing  easily  to  a  blebby  onamel.  Gelati- 
nizes with  muriatic  acid  (Fuchs). 

Obs.  -  Occurs  in  amygdaloid  and  related  rocks.  The  fibrous  kinds,  especially  the  coarser,  are 
usual!  \-  a  little  less  smoothly  or  neatly  fibrous  than  those  of  natrohte.  On  Skj^e,  in  delicate  inter- 
Lacing^crystals  called  cotton-stoae,  and  in  feathery  tufts,  and  in  sohd  masses  consisting  of  radiating 
crystals  ;  in  downr  tufis  and  other  forms  at  Xaalsoe  on  Faroe  ;  also  with  chabazite  in  Eigg  ;  near 
Edinburgh  and  Kinross,  and  at  Hartfleld  Moss,  in  Scotland;  in  Antrun,  at  the  Giant's  Causeway, 
in  acicular  crystallizations;  also  at  Ballintoy  in  Antrim,  stalactitic  (antrimolite),  investing  yellow 
calcite.  or  cliabazite  ;  in  Antrim,  in  veins  of  amorphous  mesolite  (harringtouite),  at  Portrush  and 
at  the  Skerries;  and  at  Magee  Island,  and  Agnew's  Hill,  5  m.  W.  of  Larne ;  also  at  other  local- 
ities, as  stated  above. 

In  the  Xorth  Mountain  of  King's  County,  and  Gates'  Mountain,  of  Annapolis  Co.,  X.  Scotia, 
with  far:)elite,  in  masses,  sometimes  large  >on3  reported  as  large  as  a  man's  headj,  usually  withiu 
fine  fibrous,  radiated,  and  somewhat  plumose  ;  also  at  Cape  Blomidon. 


382.  LEVYNITS. 


Levyne  Brewster,  Ed  J.  Sci.,  ii  332,  1825. 
vii.  6,  1822. 


Mesolin  Berz.,  Ed,  Phil.  J., 
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Eliomboliedral.  R  A  7?=106°  3' ;  6>  A  7?=13G°  V  ;  a=0-835S3.  Ob- 
served planes,  as  in  the  annexed  figure,  witli  also 
-3;  -2  A -2,  term.  edo:e,  =79°  29^  -2  A  2-=125° 
14',  6'A3=109'^  3',  6'A2=117°  23'.  Cleavage: 
-2,  indistinct.  Twins :  composition-face  0^  as  in 
cliabazite.  Crystals  often  striated ;  often  in  druses, 
Donble  refraction  strong  ;  axis  negative. 

H.=4— 4-5.    G  =2-09— 2-16.    Lustre  vitreous. 
Colorless,  white,  grayish,  greenish,  reddish,  yellowish.    Transparent  to 
translucent. 


Var. — Le-vynite  occurs  in  crystals,  usually  tabular,  and  presenting  the  plane  0.  a  plane  not 
known  in  cr3'stals  of  chabazite.  It  differs  from  chabazite  also  in  cleavage  The  original  crystals 
were  f.^ora  Dalsnypen,  Faroe.  Mesolin  is  a  white  granular  material  from  Faroe,  which  may  be 
chabazite  ;  it  fills  smaU  cavities  in  amygdaloid. 

_  _  Cqmp.  — 0.  ratio  for  R,  R,  Si,  H=l  :  3  :  6  :  4  from  Damour's  analyses;  corresponding  to  3  Si, 
Al,  (  Oa,  Xa,  K),  4H.  Berzelius's  analyses,  which  are  suspected  to  have  been  made  on  a  mixture  of 
chabazite  and  levynite  (see  Greg  &  Lettsom,  179),  give  the  ratio  of  chabazite,  1  :  o  :  8  :  5  Anal- 
yses :  1,  2,  Berzelius  (Jahresb.,  iii.  146,  v.  216) ;  3,  Connel  (Phil.  Mag.,  v.  50) ;  4,  o,  Damour  (Ann. 


d.  M,  IV.  ix  333]: 

Si 

1.  Faroe,  Levynite  48  00 

2       "     Mesolin  4"i  -^O 

3.  Skye,  Levynite  46*30 

4.  Iceland,    "  45-04 

5.  "        "  45  76 


^1  6a  Xa      K  H 

20-  00  8-35  2-86  0  41  19-30,  Mg  0  4=99-32  Berzelius 

21-  40  7-'.  0  4-80    18-19  =  99  79  Berzelius. 

22-  47  9-72  1  55  1-26  19-51,  Fe,  iln  0-'.'h=  102  07  Connel. 
21-04  9-72  1-42  1-6:-;  17-49  =  99  34  Damour. 

23  56  lU-57  1-36  1-64  17-33  =  100-22  Damour. 


Pyr.,  etc.— Iceland  crystals,  according  to  Damour,  lose  4  p.  c.  in  dried  air,  and  regain  all 
agaii.  soon  in  the  free  air.  When  heated,  begin  to  lose  water  at  7()''  C. ;  at  225°  the  loss  is  12 
to  13  p.  c. ;  remain  hygroscopic  up  to  360".  The  loss  is  completed  at  a  white  heat,  when  the  min- 
eral  a  white  blebby  glass.  B.B.  intumesces  and  fuses  to  a  white  blebby  glass,  nearly  opaque 
Gelatinizes  with  muriatic  and  nitric  acids. 
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Obs. — Lines  cavities  in  amygdaloid,  and  is.  with  a  rare  exception,  the  "so^e  tenant  of  its  druses, 
even  though  these  druses  be  within  a  quarter  of  an  inch  of  others  containing  chabazite  associ- 
ated with  lialf  a  dozen  other  zeohtes  "  (Heddle);  it  sliows  thus  its  distinctiveness  from  chabazite 

Found  at  Glenarm  and  at  Island  Magee,  Antrim ;  near  Dunaiven,  Magilligau.  and  elsewhere  in 
Londonderry;  llartfield  Moss,  near  Glasgow;  at  Dalsnypen,  Faroe,  and  on  the  Island  Waaguf. ; 
at  Godhavn,  Disco  Island,  Greenland ;  at  Onundarf ord,  Dyrefiord,  and  elsewhere  in  Iceland. 

Xauied  after  the  mineralogist  and  crystaUographer,  A.  Levy 

383.  ANALCITE.  Zeohte  dure  (fr.  Etna)  Dolomieu,  F.  de  St  Fond  Min.  des  Volcans,  198, 
17S4:.  "Wiirfelzeolith  pt.  [rest  Chabazite]  Emmerling,  Min.,  205,  1793;  Lenz,  i.  241,  1794.  [Form, 
f.  9,  described.]  Zeohte  cubique,  Z.  leucitique,  Delameth.,  T.  T.,  ii.  3U7,  308,  1797.  Analcime 
//.,  Tr.,  iii.  KSOl.  Analcite  GaUitzin,  Diet.  Min.,  12,  1801.  Kubizit  Wern.,  18U3,  Ludwig's 
Min.,  ii.  210,  1804.  Analzim  Wern.,  Letzt.  Min.  Syst.,  6.  Kuboit  Breiih.,  Char.,  153,  1832 
(Analzim,  p.  127). 

Isometric.  In  trapezohedrons,  f.  10,  also  f.  9,  and  anotlier  form  similar, 
excepting  a  very  low  pyramid,  m,  m,  in  place  of  each  0.  Cleavage : 
cubic,  in  traces.     Also  massive  grannlar. 

H.  =  5-5-5.  G.  =  2-22-2-29^  2-278,  Thomson.  Lustre  vitreons.  Col- 
orless ;  wliite ;  occasionally  grayish,  greenish,  yellowish,  or  red  dish- white. 
Streak  white.  Transparent — nearly  opaque.  Fracture  subconclioidal, 
uneven.  Brittle. 

Oomp.— 0.  ratio  for  ]&,^,  Si,E[=l  :  3  :  8  :  2,  corresponding  to  4  Si,  Xl,  Na,  2lt=Silica  54'4, 
alumina  23-3,  soda  14*1,  water  8-2=:100.  Analyses:  1,  H.  Rose  (Gilb.  Ann..  Ixxii.  181);  2,  Henry 
(Pogg.,  xld.  264);  3,  Leschner  (Breith.  Min.,  1847,  410);  4,  Connel  (Ed.  J.  Sci.,  1829,  '■(52);  5, 
Thomson  (Min.,  i.  488);  6,  Avdejef  (Pogg.,  Iv.  107);  7,  8,  Riegel  (J.  pr.  Ch.,  xl.  817);  9,  Welt- 
zien  (Ann.  Ch.  Pharm.,  xcix.  287);  l<t,  Rammelsberg  (Pogg.,  cv.  317,  Min.  Ch.,  8u4);  11,  Wal- 
tershausen  (Yulk.  Gest,  266);  12,  13,  Rammelsberg  (1.  c.j: 


§1 

^1 

6a 

Na 

K 

It 

1.  Fassathal 

55-12 

22-99 

13-53 

8-27=^99-91  Rose. 

2.  Blagodat,  Cuboiie 

3.  "  " 

57-34 

2-2-58 

0-35 

11-86 

0-55 

9-60=:i01-68  Henry. 

51-00 

24-13 

0-75 

11-75 

9-75,  iPe  1-50  =  98-88  Leschner. 

4.  Kilpatrick 

55-07 

22-23 

13-17 

8-2^  =  99-28  Connel 

5.  Giant's  Causeway 

55  60 

23-00 

14-65 

7-90  =  101-15  Thomson. 

6.  Brevig 

55-]  6 

23-55 

tr. 

14-23 

tr. 

8  26=101-20  Avdejef. 

7.  Niederkirchen 

57-50 

23-15 

5-63 

6-1:5 

8-00,  3Fe  0-10=100-83  Riegel. 

8.  " 

56-12 

2-1 -GO 

5-82 

6-45 

8-00,  Fe  0-15  =  100-54  Riegel. 

9.  Kaiserstuhl 

54-02 

22-54 

2-91 

10-14 

0-71 

8-93,Mg0-57,1Pel-35,Pf/-.=  10ri7  W. 

In.  Wessela 

56-22 

22-22 

0-27 

1210 

]-45 

8-33  =  10vj-59  Rammelsberg. 

11.  Cvcl.  I'ds,  G.  =  2-23G 

58-72 

24-03 

1-23 

7-92 

4-46 

8-50,  Mg  0  05  =  99  91  Waltersh. 

12.    ^  " 

55-22 

28-14 

0  25 

12-19 

1-52 

7-68=  1 00  Rammelsberg. 

13.  " 

54-34 

23-61 

0-21 

12-95 

0-66 

8-11,  3Pe  0-12  =  100  Rammelsberg. 

Pyr.,  etc. — Yields  water  in  the  closed  tube.  B.B.  f  ises  at  2'5  to  a  colorless  glass.  Gelati- 
nizes with  muriatic  acid. 

Breithaupt  has  found  (B.  H.  Zig.,  xxiv.  337)  the  sp.  gr.  of  the  opaque  analcite  from  Lake  Supe- 
rior =  2-09,  and  for  the  nearly  transparent  =-^-1  —  :^-ll.  But  a  microscope  shows,  as  Brush  Las 
observed,  that  the  crystals  are  full  of  air  cavities. 

Obs. — The  Cyclopean  Islands,  near  Catania,  Sicily,  afford  pellucid  crystals  (f.  9);  also  the 
Tyrol;  Scotland,  in  the  Kilpatrick  Hills;  Bowling,  pseudomorphs  after  laumontite ;  Glen  Farg; 
near  Edinburgh  ;  at  Kilmalcolm ;  the  Campsie  Hills,  etc. ;  at  Antrim,  etc.,  in  Ireland ;  the  Faroe 
Islands;  Iceland;  the  Yincentine,  with  prehnite,  chabazite,  apophyllite,  etc.;  Y^essela,  near 
Aussig,  Bohemia;  at  Arendal,  in  Norway,  in  beds  of  iron  ore;  at  Andreasberg,  in  the  Harz, 
in  silver  mines. 

Nova  Scotia  affords  fine  specimens  at  Martial's  Cove,  Five  Islands,  Cape  d'Or,  Swan's  Creek, 
and  Cape  Blomidon;  crystals  like  f  9,  10,  occur  at  Bergen  Hill,  New  Jersey:  in  gneiss,  near 
Yonkers,  Westchester  Co.,  K  Y.  (f.  ir>) ;  at  Perry,  Maine,  with  apophyllite,  in  greensione  ;  abun- 
dant in  fine  crystals,  with  prehnite,  datolite,  and  calcite,  in  the  Lake  Superior  region;  in  the 
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gangue  of  the  copper,  at  Copper  Falls  and  north-western  mmes,  and  at  Michipicoton  Island 
(form  2-2),  and  also  at  other  mines  not  now  worked. 

The  name  Analcu/te  is  from  -iid  .-cN-,  weak^  and  alludes  to  its  weak  electric  power  when  heated 
or  rubbed.    The  correct  derivative  is  analciie,  as  here  adopted  for  the  species. 

Alt.— Ficranalcdne  of  Moneghini  and  Bechi  (Am.  J.  Sci.,  JI.  xiv.  6-_)  is  probably  analcite  altered 
bj  the  magnesian  process.  It  occurs  in  geodes  in  the  gabbro  rosso  of  Tuscany,  and  also  in  the 
steatitic  paste  of  a  metalliferous  dyke;  forms  f.  9,  10.  with  distinct  cubic  cleavage.  H.  =  5.  G. 
=  2-237.  Color  flesh-red  to  colophonite-red.  Lustre  vitreous.  Composition,  according  to  mean  oi 
two  analyses  by  E.  Bechi  (1.  c).  Si  59-11,  il  22-08,  Mg  10-12,  Xa  0-45,  K  0*02,'  H  7-67  =  99-45.  For- 
mula Mg^S.^-i-3  AlSi^  +  ta  H.  Bechi.    Associated  with  calcite,  caporcianite,  and  picrothomsonite. 

A  somewhat  similar  compound,  a  pseudomorph  after  analcite,  has  been  observed  by  Guthe 
(Jahrb.  Min.,  18d3,  59  >)  in  the  clay-iron  ore  of  Duingen.  An  analysis  by  Stromeyer  (1.  c.)  af- 
forded Si  5G-7,  Al  21-2,  Fe  2-8,  Xa  9-1,  H  9-8  =  99-6. 

The  Cluthalite  of  Thomson  (Min.,  i.  3>i9,  ISHti)  occurs  in  tiesh-red  vitreous  crystals  in  amygda- 
loid at  the  Kilpatrick  Hills.  H.=:3-5.  G.  =  2-166,  Opaque  or  subtranslucent.  Fragile.  Analy- 
sis afiorded  Si  51-266,  Al  2.3-56i»,  Fe  7-306,  Xa  5-130,  Mg  1-233,  H  10-553=99-04s.  It  may  be 
altered  analcite. 

Analcite  altered  to  a  mixture  of  calcite  and  hydrous  silicate  of  alumina  has  been  observed  by 
Tschermak.    Also  occurs  altered  to  prehnite. 


384.  EUBNOPHITE.   Eunophit  Weihije,  Pogg.,  Ixxix.  303,  1850. 

Ortliorhombic.  I A  1=120%  7Al-^=130°,  l-l  A  over  6>,  =  84^  9'. 
Form  a  six-sided  prism  (7,  i-l)  with  the  dome  l-i.  Cleavage  :  0  perfect ; 
i-i  and  i-l,  less  so.   Commonly  massive,  cleavable. 

H.  =  5'5.  G.  =  2'27.  Lustre  weak,  a  little  pearlv  on  the  cleavage-faces. 
Color  white,  grayish,  brown  ish.  Streak  white.  Translucent ;  in  thin 
laminae  transparent.     Optically  biaxial ;  double  refraction  strong  ;  DescL 

Oomp. — 0.  ratio  for  'k,  K,  Si,  H=l  :  3  :  8  :  2,  or  the  same  as  for  analcite.  Analyses  by  von 
Borck  and  Berlin  (L  c.) : 

Si  ^1         Xa  iL 

1.  54-93       25-59       14-06       8-29  =  102  87  Borck. 

2.  55-U6       23-12       14-06       8-16  =  100-40  Berhn. 

Pyr.,  etc. — Fuses  to  a  colorless  glass.    Gelatinizes  with  muriatic  acid. 

Obs. — Occurs  in  a  coarse  syenite  on  the  island  Lamoe,  near  Brevig,  Xorway,  vdth  catapleiite, 
leucophanite,  mosandrite,  etc. 

Xamed  from  ev6vu(po5,  obscurity,  in  allusion  to  the  cloudiness  of  the  mineral. 


385.  FAUJASITE.    Damour,  Ann.  d.  M.,  lY.  i.  395,  1842. 

Isometric.    In  octahedrons.    Twins  :  composition-face  the  octahedral. 

11.=:  5.  G,  =  1'923.  Lustre  vitreous ;  sometimes  adamantine.  Color- 
less— white ;  brown  externally.  Fragile  ;  fracture  vitreous  and  uneven. 
No  action  on  polarized  light. 

Oomp.— 0.  ratio  for      S,  Si,  fi=l  :  3  :  9  :  9  ;  corresponding  to  41-  Si,  ^1,  (i  Ca+iX'a),  9  5= 
Sihca  45-5,  alumina  17-4,  lime  4'7,  soda  5-2,  water  27*2  =  100. 
Analyses  :  1,  Damour  (1.  c.) ;  2,  id.  (ib.,  xiv.  67): 

Si  Xl         Ca        Xa  H 

1.  Kaiserstuhl  49-36  16*77  5-00  4'34  22'49  =  97-96. 
2        "    ■  46  12       16-81       4-79       5-09       27-02  =  99-83. 


Pyr.,  etc. — According  to  Damour,  loses  15  p.  c.  of  water  when  exposed  for  one  month  to  dry 
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air,  but  regains  almost  all  of  it  in  ordinary  air  in  24  hours.  Heated  at  50°-55°  C.  for  one  hour  loses 
lo'2  p.  c. ;  at  60°-65°,  10'4  p.  c. ;  at  7t>'-75',  19-5  p.  c,  which  is  almost  entirely  regained  by  expo- 
sure to  air  for  a  few  weeks.  B.B  fuses  with  intumescence  to  a  white  blebby  enamel.  Decom- 
posed by  muriatic  acid  without  gelatinization. 

Obs.— Occurs  with  augite  in  the  amygdaloid  of  Kaiserstuhl,  Baden.  The  adamantine  lustre 
sometimes  existing  is  attributed  to  a  thin  bituminous  coating.  Named  by  Damour  after  Faujaa 
de  Saint  Fond. 


386.  CKABAZITE.  Zeolithus  albus  cubicus  Islandiae  v.  Born,  Lithopb.  i.  46,  1772.  Zeolite  en 
cubes  Faujas,  Vole.  Yiv.,  126,  1778;  de  Lisle,  Crist,  ii.  40,  1783.  Chabazie  (fr.  Oberstein) 
Bosc  cP Antic,  J.  d'Hist.  N.,  ii.  181,  1780.  "Wiirfelzeolith  pt.  (rest  analcite)  Wern.,  Emmerling 
Min.,  i.  205,  1793.  Chabasie  (rliombohedral  form  recognized)  H.,  Tr.,  iii.  1801.  Chabasio 
Karst,  Tab.,  30,  1808.  Schabasit  Wern.,  Hoffni.  Kuboizit  Weiss,  Hofifm.  Min.,  iv.  b,  41, 
1818,  Mag.  Ges.  N.  Fr.,  Berlin,  vii.  181,  1816. 

Phakolit  Breith.;  Tamnau,  Johxh.  Min.,  653,  657,  1836.  Haydenite  Cleaveland,  Min.,  478, 
1822.  Acadialite  Alger  &  JacAr-soM  (without  publication)  =  "  No  Chabasie '' ^.  iJo#/nan7i,  Am. 
J.  Sci.,  XXX.  306,  1836;=Acadiolite  Tltomsorij  Phil.  Mag.,  xxii.  192,  1843;  Hayes,  Am.  J.  Sci., 
II.  i.  122,  1846. 

Ehomboheclral.    B  A  7?=94°  46',  0  A  7^=.129°  15' ;  ^=1-06.  Observed 
planes  :  prismatic,  ^'-2  ;  rliombohedral,  i?, -2  ;  pyramidal,  f-2  {t)-^  scaleiio- 
liedral,  \^  {o,  bevellino'  terminal  edge  of  Ic,  or  replacing  edge  between 
and      7?) ;  |f  4       always  striated'parallel  to  edge  X  (f.  39(5). 


395  396  397 


B  A  -1=137°  23' 


,  ov.  -2,  =  83  31 
2,  vert.,  119  42 
2,  across,  126  26^ 
i,  term.,  =  125  13 
145  54 


t  A  t,  term. 


-2  A  -2,  term.,=72°  53' 
-i  Ai^=155  18 
Xin  /=103  28 
i^in/=lT4  5 
Xin  i^  ov.  -i-,  =  130  36 
l^in  ]^  =  155  53 


Twins :  composition-face  0,  very  common,  and  usu- 
ally in  compound  twins,  as  in  f.  397,  398  ;  2,  c.-face 
rare.  Cleavage  rhombohedral,  rather  distinct. 
fI.=4-5.  G.=2-08— 2-19.  Lustre  vitreous.  Color 
white,  flesh-red;  streak  un colored.^  Transparent  — 
translucent.  Fracture  uneven.  Brittl,\  Double  refraction  weak  ;  in  po- 
larized  light,  images  rather  confused  ;  axis  in  some  crystals  (Bohemia) 
negative,  in  others  (from  Andreasberg)  positive  ;  Descl. 


Faroe. 
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Var.— 1.  Ordinary.  The  most  common  form  is  the  fundamental  rhombohedron,  in  which  the  angle 
is  so  near  9^  that  the  crystals  were  at  first  mistaken  for  cubes.  R  A  i?=94°  46',  Philhps,  Haid.  : 
94°  36'.  fr.  Kilmalcolm,  Tamnau ;  94°  58.  fr.  Riibendorfel,  id. ;  95'  2',  fr.  Fassa,  id.;  94'  24,  fr 
Oberstein.  Breith.  Acadialite,  from  Nova  Scotia  {Acadia  of  the  French  of  last  century),  is  only  a  red 
dish  chabazite  ;  sometimes  nearly  colorless.  In  some  specimens  the  coloring  matter  is  arranged 
in  a  tesselated  manner,  or  in  layers,  with  the  angles  almost  colorless. 

2.  Phacolite  is  a  colorless  variety  occurring  in  twins  of  mostly  a  hexagonal  form  (f  397),  and 
often  much  modified  so  as  to  be  lenticular  in  shape  (whence  the  name,  from  (p^K'>i^  a  bean)\  the 
origmal  was  from  Leipa  in  Bohemia;  R  A  ^=y4'  24',  fr  Oberstein,  Breith. 

3.  Ilaydende  is  a  yellowish  variety  in  small  crystals  of  the  form  in  fig.  H96,  from  Jones's  Falls, 
near  Baltimore,  Md. ;  the  crystals  are  often  twinned  parallel  to  it. 

Chabazite  crystals  discovered  by  Ulrich  in  the  Okerthal,  Harz,  in  cavities  in  the  granite,  have 
G.=:--189,  and  their  edges  scratch  glass  (v.  Rath,  Pogg.,  cxxii.  404). 

Comp.— For  most  chabazite  0.  ratio  for  S.  R,  gi,  H=l  :  3  :  8  :  6 ;  corresponding  to  4  Si,  ^1, 
(i  Ca  +  i  (Xa,  Iv)).  6  II ;  some,  1  :  3  :  9  :  6,  the  same  in  constituents  except  4^  Si.  For  the  phacolite, 
according  to  Rammelsberg,  1:3:7:5. 

Analyses:  1-3,  Hofmann  (Poo-g.,  xxv.  495);  4,  Berzelius  (Afh.,  vi.  190);  5,  Rammelsberg 
(Handw  ,  i.  149) ;  6,  Thomson  (Mm.,  i.  334) ;  7.  Connell(Edinb.  J.,  1829,  262) ;  8,  Durocher  (Ann. 
d.  M.,  III.  xix.  585);  9,  Genth  (Ann.  Ch.  Pharm.,  Ixvi.  274,  1848);  10,  Engelhardt  (Ann.  Ch. 
Pharm.,  Ixv.  372);  11,  Rammelsberg  (2d  SuppL,  p.  34);  12,  13,  A.  A.  Hayes  (Am.  J.  Sci.. 
II.  i.  12-);  14,  Rammelsberg  (Pogg.,  Ixii.  149);  15,  Anderson  (Ed.  N.  PhU.  J.,  1843,  23);  16, 
Schroder  (Jahrb.  :Min.,  I860,  795) : 


Si 

^1 

Oa 

Xa 

K 

H 

1. 

Parsboro,  X.  S. 

51-46 

17-65 

891 

1-09 

0  17 

19-66.  iPe  0-S5  =  99-79  Hofmann. 

2. 

Fassathal 

48  63 

19-52 

10-22 

0-56 

0-28 

20-70=99-91  Hofmann. 

3. 

48-18 

19-27 

9-65 

1-54 

0-21 

21-10  =  99-95  Hofmann. 

4. 

Gustafsberg 

5(j-65 

17-90 

9-37 

1-70 

19-90  =  99-52  Berztlius. 

5. 

Aussig 

48-36 

18-62 

9-73 

0-25 

2-56 

[20-47]  =  100  Rammelsberg. 

6. 

Kilmalcolm 

48-76 

17-44 

10-47 

1  -55 

21  72  =  99-93  Thomson. 

7. 

u 

50-14 

17-48 

8-47 

2  58 

20-83  =  99-50  Connell. 

8. 

Faroe 

47-75 

20-85 

5-74 

2-34 

1-65 

21-30=99-63  Durocher. 

9. 

Anne  rode 

47-00 

19-71 

10-63 

0-65 

0-33 

22-29,  3Fe  0-15  =  100  76  Genth. 

10. 

Giessen 

'48-31 

19-47 

11-01 

1-17 

19-65,  Mg  0-26  Engelhardt. 

11. 

Parsboro 

52-14 

1914 

7-84 

0-71 

0-98 

19-19=100  Rammelsberg. 

12. 

Acadialde 

52-02 

17-88 

4-24 

4-07 

3-03 

18-3()=99-54  Hayes. 

13. 

52-20 

18-27 

6-58 

9-12 

20  5i=99-n9  Hayes. 

14. 

Leipa,  Phacolite  46 '33 
"        45  63 

21-87 

10-40 

0-95 

1-29 

[]9-16]  =  100  Rammelsberg. 

15. 

19-48 

13-30 

1-68 

1-31 

17-98,  Mg  0-14,  Fe  0-43  =  99-95  . 
22-09,  Ba  0-48,  Sr  0-32=100-40 

16. 

Oberstein 

50-19 

17-45 

7-13 

2-12 

0-62 

The  baryta  and  strontia  of  the  Oberstein  crystals  were  first  detected  by  spectral  analysis;  and 
by  the  same  method  the  absence  of  these  earths  from  the  Iceland  was  ascertained. 

Delesse  obtained  in  an  analysis  of  haydenite,  made  on  too  smaU  an  amount  of  material  to  be 
correct  (Rev.  Sci..  xxv.  107), " Si  49-5,  AL  Fe  23-5,  Oa  2-70,  Mg  ir.,  K  2-50,  H  21-0=99-2.  Silli- 
man's  analysis  (This  Min.,  2d  ed.)  is  whoUy  erroneous. 

Pyr.,  etc. — According  to  Damour,  crystals  from  Dyrefiord,  Iceland,  and  Riibendorfel,  Bohemia, 
lost  7-2  p.  c,  after  5  mos.  in  dried  air;  after  some  months  in  the  free  air  again  had  regained  this, 
and  also  an  excess  of  0-15  p.  c.  Heated  for  1  h.  to  lOO''  C,  the  loss  was  2-75  p.  c, ;  to  ISO',  14 
p.  c. ;  to  230',  17  p.  c;  to  300°,  19  p.  c;  this  loss  was  reduced  to  zero  in  3  days;  at  a  dull  red 
heat,  the  loss  was  21  p.  c.  and  the  mineral  was  no  longer  hygroscopic;  at  a  bright  red,  it  lost 
22-4  p.  c,  intumesced,  and  was  partially  fused. 

Phacolite  of  Scotland  [Ireland?]  lost  7  p.  c.  after  7  mos.  in  dried  air;  and  4  months  after,  in 
an  atmosphere  saturated  with  moisture,  it  had  an  excess  of  12-5  p.  c,  which  it  lost  very  nearly 
again  inordinary  air.  Heated  to  lou'  C,  the  loss  was  3-7  p.  c;  to  210',  15-7  p.  c.  ;  to  29(t  - 
360°,  18  p.  c. ;  and  after  48  hours"  exposure  to  the  free  air,  the  amount  lost  was  restored.  At  a 
dull  red  heat,  the  loss  was  22-2  p.  c. ;  at  a  bright  red,  22-8  p.  c,  and  the  material  was  fused  to  a 
Webby  enamel. 

B.B.  intumesces  and  fuses  to  a  blebby  glass,  nearly  opaque.  Decomposed  by  muriatic  acid, 
with  separation  of  slimy  silica. 

Obs. — Chabazite  occurs  mostly  in  trap,  basalt,  or  amygdaloid,  and  occasionally  in  g-neisa, 
syenite,  mica  schist,  hornblendic  schist. 

Occurs  at  the  Far5e  Islands,  Greenland,  and  Iceland,  associated  with  chlorite  and  stilbite ;  at 
Aussig  in  Bohemia,  in  a  kind  of  greenstone  (the  grausiein  of  "Werner) ;  at  Oberstein,  with  harmo- 
tome;  at  Annerode,  near  Giessen;  at  the  Giant's  Causeway,  Kilmalcolm  (some  an  inch  across) ; 
Renfrewshire,  Isle  of  Skye,  etc. ;  Poonah  in  Hiudostan,  etc.    In  Xova  Scotia,  wine-yellow  or  flesh- 


436 


OXYGEN  COMPOnJ^DS. 


red  (the  last  the  acG(?m7?7e).  nssoclated  with  heulaudite,  analcite,  and  calcite,  at  Five  Islands,  Swan's 
Creek,  Digby  Neck,  Mink  Cove,  William's  Brook.  Phacoliie  occurs  at  Leipa  in  Bohemia  ;  also  at 
Sdlesel  and  Wannow,  in  Bohemia ;  in  Antrim,  Ireland,  at  Giant's  Causeway, 

Both  massive  and  incrusted  at  the  Paugatuck  stone-quarry,  Stoniugton,  Conn.,  with  scapolite, 
sphene,  and  apatite ;  also  yellowish-red  in  North  Killingworth,  on  the  Essex  turnpike ;  at  Had- 
lyme.  Conn.,  on  gneiss  ;  in  syenite  at  Charlestown,  Mass. ;  also  at  Chester.  Mass.,  in  amygdaloid ; 
at  Bergen  Hill,  N.  J.,  in  small  crystals ;  in  the  same  rock  at  Piermont,  N.  Y. ;  in  fissures  in  horn- 
blendic  gneiss  at  Jones's  Falls,  near  Baltimore  (Jiaydmite),  with  heulandite.  PhacoUte  has  been 
reported  from  New  York  Island. 

At  Husavic,  Iceland,  fossil  clam  shells  (Venus)  occur  in  a  recent  deposit,  lined  within  with  small 
rhombohedrons  of  chabazite.  Daubree  states  that  crystals  occur  at  the  warm  springs  of  Luxeuil, 
Dept.  of  Haute  Saone,  France,  as  weU  as  at  those  of  Plombieres,  under  conditions  which  indicate 
that  thev  were  formed  through  the  agency  of  the  warm  waters ;  the  temperature  at  Luxeuil  is 
115°  F.,'and  at  Plombieres  163°  F. 

The  name  Cliabazite  is  from  ■xaBa^io^^  an  ancient  name  of  a  stone. 

Alt. — The  haydenite  is  often  covered  with  chlorite,  and  sometimes  chlorite  takes  the  place  of 
the  crystal. 

Altered  crystals  from  the  Yogelsgebirge,  that  had  lost  part  of  their  protoxyd  bases,  have  been 
analyzed  by  Suckow  (Verwitt.,  etc.,  148) : 

gi       *1  Na     K  0 

Interior       48-40    19-13    1-88    1-47    8-13    21*01   =100-02. 

Exterior      47-29    19-16    6-78    1-50    1*47    21-00  3-20=99-40. 

Removing  Ca  C  from  the  latter,  the  0.  ratios  are,  for  the  first,  0*76  :  3  :  8*6  :  6-3  ;  for  the 
second,  0  37  :  3  :  8-4  :  6-2  (Ramm.  Min.  Ch.,  818). 

Doranite  of  Thomson  may  be  altered  chabazite,  if  the  analysis  is  not  an  incorrect  one  of  the  unal- 
tered mineral.  It  is  described  as  occurring  in  aggregated  crystals,  apparently  cubic,  yellowish- 
white,  and  translucent,  with  Gr.  =  215  ;  and  as  consisting  of  Si  48-0,  Al  22-0,  Fe  2  75,  Mg  13-n, 
Oa  i)-0,  II  7 -70=99-40.    Found  in  basalt,  2  m.  Vr.  of  Carrickfergus,  Co.  Antrim. 
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387.  GMEIjINITE.  SarcoUte  Vauq.,  Ann.  d.  Mus.,  ix.  249,  1807,  xi  42.  Hydrolithe  Lemav^ 
Cat.  Min.  de  Dree,  18,  1811.  Gmehnite  Brooke,  Ed.  J.  Sci.,  ii.  262,  1825.  Ledererite  C.  T. 
Jackson,  Am.  J.  Sci.,  xxv.  78,  1834. 

Eiiombohedral.  i?  A  7^=112°  26',  0  A  ^=6^  A-l  =  140°  3' ;  ^^=0-7254. 

Observed  planes :  prismat- 
ic, i,  i-2  ;  rhomboliedral,  It, 
-1  ;  and  also  the  plane  1-2 
truncating  tlie  edge  be- 
tween It  and  -1.  i?  A  -1, 
pyr.,  =  142°  23',  7?  A -1, 
bas.,=79°  54^  7?  A  l-2=r 
-1  A  1-2=16V  16'.  Crys- 
tals usaally  hexagonal  in 
aspect ;  sometimes  -1  small- 
er tlian  7?,  and  habit  rhom- 
boliedral ;  i  often  liorizon- 
i  perfect.    Observed  only  in  crystals,  and  never 


C.  Blomidon,  etc. 


C.  Blomidon. 


tally  striated.  Cleavage 
as  twins. 

H.=4-5.  G.=2'04-2-17;  2-099-2-169,  fr.  C.  Blomidon.  Lnstre  vit- 
reous. Colorless,  yellowish-white,  greenish-white,  reddish-white,  flesh-red. 
Transparent  to  translucent.  Brittle.  Double  refraction  weak  ;  axis  posi- 
tive for  crystals  from  Cyprus,  negative  for  those  of  Andreasberg,  the  Yicen- 
tiue,  and  Glenarm  ;  no  evidence  of  compound  structure  by  polarized  light ; 
Descl. 

Var  — The  angle  7?A-1,  ov.  i,  =  SO^  8',  Brewster.  80°  54',  G.  Rose,  80°  6',  Dufren.,  79'  44' 
Breith.,  8u°  8',  B.  &  M.,  79^  44',  from  Andreasberg,  Descl.    Plane  1-2  observed  only  on  Andreas- 
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berg  crystals.  The  sarcol lie  Yanquelm  is  a  flesli-red  gmelinite  from  Monteccbio-l^raggioro  in 
t!ie  \''iceutiu,  supposed  by  Vauqueliu,  when  he  used  the  name,  to  be  identical  with  the  Vesuviau 
sarcolite. 

Ledereriie  is  ordinary  gmeUnite  from  Nova  Scotia,  impure  with  some  free  silica.  Marsh  hr,a 
shown  that  it  does  not  differ  in  the  amount  of  water ;  and  Descloizeaux  that  it  has  the  same 
angles,  finding  R  A  -1,  ov.  v!',=80'',  and  0  A  7j:=14n°.  Marsh  found  G.  =  2-108  (anal  6),  and  2-oU9 
(anal.  7);  most  of  the  crj'stals  obtained  hj  him  were  implanted  on  quartz. 

Comp. — 0  ratio  for  E,  fi,  Si,  11=1  :  8  :  8  :  6,  as  in  chabazito,  Gr.  Rose ;  corresponding  to  ■\  Si. 
A-!,  ^0a  +  5(Xa,  Iv),  6H.  Analyses:  1,  Counell  (Ediub.  New  Phil  J.,  1838);  2,  3,  Rammelsberg 
(Pogg.,  xhx.  211);  4,  Damour  (Bull  Soc.  Gr,  III.  xvi.  6^5);  5,  A.  A.  Hayes  (Am.  J.  Sci ,  xxv.  78  j; 
u,  6A,  7,  0.  C.  Marsh  (Am.  J.  Sci.,' II.  xliv,  362): 


Si 

XI 

Ca 

jSTa 

K 

H 

1. 

Grlenarm 

48-56 

18-05 

5-13 

3>5 

0-:-i9 

21-66,  Fe  0-11=98-75  Connell. 

2. 

46-40 

21-08 

3  67 

7-29 

1-60 

2<i-4r=100  45  Rammelsberg. 

3. 

46-56 

20-18 

3-89 

7-09 

1-87 

29-41  =  100  Rammelsberg. 

4. 

Cyprus 

46-87 

19  55 

5-26 

5-51 

0-78 

22-00  =  99-47  Damour. 

5. 

Ledereriie 

49-47 

21-48 

11-4S 

3  94 

8-r  S,  Fe  0-14,  P  3-48  =  98-57  Hayes. 

6 

a 

53-71 

17-63 

6-52 

3-lU 

0-80 

17  98  =  99-74  Marsh. 

6A.  " 

47-19 

20-13 

7-44 

3-54 

0-91 

20-53=99-74  Marsh. 

7. 

(( 

51-32 

18-45 

6-40 

[3-48] 

20  35=100  Marsh. 

Analyses  6,  7,  give  an  excess  of  silica,  and  Marsh  attributes  it  to  free  quartz,  visible  particles  of 
wliich  were  detected  by  him  in  the  crystals ;  6A  is  the  same  analysis  with  6  afi:er  separation 
of  this  excess,  amounting  to  about  12  p.  c.  Both  6  and  7  are  of  crystals  from  Cape  Blomidon,  but 
from  chfferent  localities. 

Pyr.,  etc. — According  to  Damour.  the  Cyprus  gmelinite  loses  6  p.  c.  in  dried  air;  at  100'  C. 
loss  13  p.  c,  and  the  amount  is  regained  rapidly  in  free  air  ;  at  23i)°  C.  loss  20  p.  c. ;  at  a  bright  red. 
lieat  21-5  p  c,  and  the  grains  become  soldered  together.    The  Irish  crystals  lose  7-25  p.  c  in 
ried  air,  which  in  six  months  increases  to  9-:s  p.  c. ;  the  loss  is  reduced  to  1-5  p.  c.  after  a  few 

lys  of  exposure.  In  the  closed  tube  crumbles,  giving  off  much  water  B.B.  fuses  easily  (F.= 
2-5  —  3)  to  a  white  enamel.    Decomposed  by  muriatic  acid  with  gelatinization. 

Ob.i. — Occurs  in  amygdaloidal  rocks  at  Montecchio  Maggiore,  and  at  Castel,  in  the  Vicentine  :  at 
Andreasberg,  in  argillaceous  schist,  with  analcite  and  heulandite  ;  in  Transylvania  ;  at  (Tlenarm 
and  Portrnsli  in  Antrim.  Ireland;  the  island  of  MagSe,  some  crystals  .V  in.  across;  ncr.r  Larne, 
tlesh-colored  ;  at  Talisker  in  kve,  in  large  colorless  crystals ;  on  the  I.  of  Cyprus,  near  Pyrpo.  of 
a  pale  reddish  color,  and  G-.  =  2'()7  ;  at  Cape  Blomidon  in  Nova  Scotia  (ledi-reriteV  on  the  north 
coast,  at  a  point  nearly  opposite  Cape  Sharp,  in  geodes,  w'ith  analcite  and  (^luirt.^.  often  implanted 
on  the  latter  minei-al. 

Gnie'iniia  is  usually  considered  rhomb  ah  edral,  and  the  crystals  as  twins,  secondary  to  a  rhom- 
boliedron  of  86'  18'.  Tamnau  makes  li  /\  li  as  in  chabazite,  and  the  pja-amidal  faces  the  form|--. 
The  hexagonal  cleavage  observed  by  Rose  separates  it  widely  from  chabazite. 

Named  (Jmel  niie  after  Prof  Ch.  Gmehn  of  Tiibingen;  HydrorUe  from  the  w^ater  present; 
Ledtrtrite  after  Baron  Lederer,  Austrian  Consul  at  New  York.  The  name  hydrolite  has  the  pri- 
ority, but  is  objectionable  because  the  mineral  is  not  so  eminently  hydrous  as  to  make  it  deserv- 
ing of  the  appellation. 

388.  HERSCHELITE.    Levy,  Ann.  Phil,  x.  361,  1825.    Gmelinite  pt.  many  auihors.  Her- 
schelite  v.  Lang,  Phil.  Mag.,  lY.  xxviii.  506. 

Ortlioi'hombic,  v.  Tang.  /A  7=120°,  or  nearly,  6>  A  l-z=139°  23^ 
Observed  planes:  0,  i-i^  2-z,  f-^,  3-2.  i-i  h  1-1=1  o()°  37',  ^-?  A  24= 
149°  45',  i-i  A  |-i=155°.  Xot  known  in  simple  forms.  Cleavao'e  :  basal. 
Twins :  composition-face  /,  the  crj^stals  hexagonal  tables,  with  replaced 
basal  edges,  but  consisting  of  six  sectors  from  composition.  The  tables 
often  aggregated,  as  in  prehnite ;  and  also  into  spherules.  Surfaces  of  planes 
hardly  smooth ;  0  often  rounded  or  rough. 

H.  =  5"5.  G.  =  2*06.  Lustre  weak  vitreous.  Colorless  or  white.  Trans- 
lucent ;  transparent  in  thin  plates.  Fracture  conchoidal.  Optically  bi- 
axial, as  observed  in  each  sector  of  the  tables,  v.  Lang ;  double  refi'action 
weak ;  axial  divergence  small ;  bisectrix  negative. 
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Comp.— 0.  ratio  for  E,  K,  Si,  fi'=l  :  3  :  8  :  5 ;  corresponding  to  4  Si,  3cl,  (f  ISTa+J:  K),  5 
Near  gmelinite  in  the  general  form  of  the  crystals  and  in  composition,  but  the  crystals  are  ortho- 
rhombic  and  not  simple,  and  it  contains  as  its  protoxyd  bases  potash  and  soda  in  place  of  lime 
and  soda.    Analyses:  ],  2,  Damour  (Ann.  Ch.  Phys.,  III.  xiv.  99);  3,  v.  Waltershausen  (Yulk. 
Gest.,  261): 

gi       ^1      Oa     Na     K  H 

1.  Aci  Castello        47-39    20-90    0  38    8  33    4-39    n-84=99-23  Damour. 

2.  "  47-46    20-18    0-25    9-35    4-17    17-65z399-()6  Damour. 

3.  "  (1)46-46    19-21    4-75    5-27    2-88    17-86,  Mg  0-42,  Fe  1-14=97-99  Walt. 

Pyr.,  etc. — In  the  closed  tube  whitens  and  yields  water.  B.B.  fuses  easily  to  a  white  enamel. 
Easily  decomposed  by  acids,  yielding  semi-gelatinous  silica  (Damour). 

Obs. — Accompanies  phillipsite  in  a  lava  at  Aci  Castello,  near  Aci  Reale,  Sicily;  also  at  Cyclops, 
Catania ;  in  basalt  near  Richmond,  in  Victoria,  Australia,  the  crystals  in  mode  of  twinning  and  in 
optical  properties  like  the  Sicilian. 

389.  PHILLIPSITE.    Levy,  Ann.  Phil.,  II.  x.  362,  1825.    Lime-Harmotome.  Kalk-Harmo- 

tome  Germ.  KaU-Harmotom,  Normahu,  Breith.,  Schw.  J.,  1.  327,  1827,  Uib.,  32,  1830,  Char., 
126,  1832.    Christianite  Descl,  Ann.  d.  M.,  IV.  xii.  373,  1847. 

Orthorhombic.  /A  7=91°  12'  and  88°  48';  1  A  1  =  121°  20',  120°  44' 
and  88°  40',  Marignac ;  120°  42',  119°  18',  and  90°,  Brooke  and  Miller. 
Faces  1  and  i-i  striated  parallel  to  the  edge  between  tliem.  Simple  crys- 
tals unknown.  Twins  :  (1)  composition -face  7,  producing  penetration  forms 
like  either  part  of  f.  401 ;  (2)  cruciform  crystals,  consisting  of  two  crossing 


401 


C.  di  Bove. 


crystals,  each  a  twinned  prism  (f.  401) ;  (3)  cruciform,  consisting  of  three 
crossing  twinned  prisms  at  right  angles  to  one  another.  The  prisms  of 
f.  401  sometimes  short,  as  in  f.  402.  Crystals  either  isolated,  or  grouped  in 
tufts  or  spheres  that  are  radiated  within  and  bristled  with  angles  at  surface. 

H.=4-4-5.  G.=2-2;  2-201,  Iceland,  Damour,  and  Sicily,  v.  Walters- 
hausen. Lustre  vitreous.  Color  white,  sometimes  reddish.  Streak  un- 
colored.    Translucent — opaque. 
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Comp.— 0.  ratio  for  gi,  11=1  :  3  :  8  :  5;  corresponding  to  4  gi,  Xl,  (|  6a  +  i  K),  5  H=: 

Silica  47-9,  alumina  20-5,  lime  7-4,  potash  G-;^,  water  17 '0=1 00. 

Analyses:  1,  2,  Gmeliu  (Leonh.  ZS.  Mm.,  1825);  3,  4,  Kohler  (Pogg.,  xxxvii.);  5,  Connel 
(Edinb.  Phil.  J.,  xxxv.  1843,  375);  G,  7,  Damour  (Ann.  d  M.,  IV.  ix.  336);  8,  Genth  (Ann.  Ch. 
iPharm.,  Ixvi.  272);  9,  lu,  Waltershausen  (Vulk.  Gest.,  263): 


Si 

^1 

6a 

Na 

K 

h: 

1. 

Marburg 

48-51 

21-76 

6-26 

6-33 

17-23,  Fe  0-99  =  100-38  Gmelin. 

2. 

48-02 

•22-61 

6-56 

7-50 

16-75,  Fe  0-18  =  100-62  GmeUn. 

3. 

u 

50-45 

21-78 

6-50 

3-95 

16-82  =  99-49  K<3hler. 

4. 

Cassel 

48-22 

2:S-33 

7-22 

3-89 

17-55  =  100-22  K(jhler. 

5. 

G.  Causeway 

47-35 

21-80 

4-85 

3-70 

5-55 

16-96=  1<»0-21  Coiineh  G.  =  2-17. 

6. 

Iceland 

48-41 

22-04 

8-49 

6-19 

15-60  =  100-7:5  Damour, 

7. 

50-16 

20-94 

7-74 

6  50 

14-66=100-00  Damour. 

8. 

Marburg 

48-17 

21-11 

6-97 

0-63 

6-61 

16-62,  Fe  0-24,  Ba^r.  =  100-35  G. 

9. 

Aci  Castello,  Sic. 

48-53 

19-88 

2-92 

6-18 

3-82 

14-76,  Fe  2-64%  Mg  1-60  =  100-34  W. 

10.  Palagonia,  Sic. 

48-37 

21-07 

3-24 

3-41 

6-15 

14-54,  Fe  0-71,  Mg  1-42=98-91  W. 

*  Probably  as  phosphate. 


Marignac  pubhshed  as  an  analysis  of  the  philhpsite  of  C.  di  Bove  results  differing  widely  from 
the  above.    See  page  418,  under  Gismondite. 

Pyr.,  etc. — According  to  Damour,  the  Kaiserstuhl  crystals  (mixed  with  a  little  faujasite)  lose 
8  p.  c.  after  a  month  in  dried  air,  and  regain  all  again  in  ordinary  air  in  24  hours.  Heated  to 
50'"'  0.  for  an  hour,  the  mineral  loses  12-3  p.  c,  and  recovers  nearly  all  in  24  hours'  exposure  to 
ordinary  air,  but  becomes  a  powder  and  opaque  (the  faujasite  remaining  iransparentj.  Heated 
to  150''  C,  the  loss  is  16  p.  c,  and  only  0-8  p.  c.  after  exposure  again  to  the  air  for  4  days.  At 
250°  C,  the  loss  is  18*5  p.  c,  part  of  which  is  due  to  the  faujasite;  it  is  reduced  to  9  p.  c.  in  the 
free  air.    B.B.  crumbles  and  fuses  at  8  to  a  white  enamel.    Gelatinizes  with  muriatic  acid. 

Obs. — In  translucent  crystals  in  amj'-gdaloid,  at  the  Giant's  Causeway,  Ireland ;  in  small  color- 
less crystals,  and  in  spheroidal  groups,  in  leucitophyr,  at  Capo  di  Bove,  near  Rome ;  in  crystals 
and  radiating  masses  at  Aci  Castello  and  elsewhere  in  Sicily;  among  the  lavas  of  Somuia;  at 
Stempel,  near  Marburg;  Habichtswalde,  near  Cassel;  Annerode,  near  Giessen  ;  near  Kiscnacli, 
in  Saxe  Weimar ;  Petersberg,  m  Siebengebirge ;  Laubach,  in  Hesse  Darmstadt;  in  Kaiserstuhl, 
with  faujasite;  at  Hartlingen,  Duchy  of  Nassau;  in  Silesia;  Bohemia;  on  the  west  coast  of 
Iceland,  the  shores  of  Dyrefiord.  Very  small  transparent  crystals,  of  recent  formation,  in  the 
masonry  at  the  hot  baths  of  Plombieres,  France,  observed  by  Danbree,  are  stated  by  Senarmont 
to  have  the  angles,  and  by  Descloizeaux  the  optical  characters,  of  philhpsite. 

Named  after  the  SngUsh  mineralogist,  J.  Phillips.  The  name  christiaiiite  was  given  by  Des- 
cloizeaux (after  Christian  VIII.  of  Denmark)  to  the  Marburg  harmotome  and  crystals  from 
Iceland;  and  in  his  Man.  Min.,  1862,  he  places  all  of  philhpsite  under  his  name  christianite. 

On  cryst.  see  Descl.,  1.  c,  and  Min.,  i.  399 ;  v.  Rath,  ZS.  G.,  xviii.  530,  from  whom  the  above 
figures  are  taken. 


390.  HARMOTOME.  Spatum  calcariura  cryst.  dodecaedrum  album,  opacum,  et  lameUis 
quatuor  erectis,  etc.  (fr.  Zellerfeld),  v.  Born,  Lithoph.,  ii.  81,  Tab.  I.,  f.  1 ;  Figura  hyacin- 
thica,  etc.:  hae  crystaUi  non  sunt  calcareae,  sed  sihcese,  Btrgm.,  Opusc,  ii.  7,  1780.  Hyacinte 
blanche  Bemeste,  Lett.  417,  var.  5,  1  779.  Hyacinte  blanche  cruciforme  de  Lisle,  Crist.,  ii.  299, 
pi.  iv.  f.  119  (good),  17  83.  Kreuzkristalle  Heyer,  v.  Trebra's  Erfahrungen,  etc.,'89  ;  Crell's  Ann., 
i.  212,  1789.  Kreutzstein  Wern,  Karsten,  Lenipe's  Mag.,  ii.  58,  59,  1786.  Andreasbergolite 
Delametherie,  Sciagr.,  i.  267,  1792.  Andreolite  Delanietli.,  T.  T.,  ii.  285,  1797.  Staurolite  Kir- 
ivan,  i.  282,  1794.  Ercinite  Napione,  Elem.  Min.,  239,  1797.  Harmotome  Rally,  Tr.,  iii.  1801. 
Pierre  cruciforme  Brochant,  i.  311,  1808,  Morvenite  Thorn.,  Min,,  i,  351,  1836.  Baryt-Harmo- 
tome. 

Orthorhombic.  ^  /a7:zz:124°  4Y^  Observed  plaues  :  0,1,1,  4=;  1,  4,  and 
sometimes  /,  liemiliedral. 


0  A  1  =  120°  28'        I A  l^Ur  32^  1  A  i,  adi,,  =  121°  6' 

0  A  4z==98  22  1  A  1,  ov.  7,^119  3       i  A  j,  adj.,  =  110  26 
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Cleavage  :  /,  0^  easy.  Simple  crystals  iinknown.  Twins :  1.  Composition- 
face  /,  f.  403,  404 ;  f.  403  elongated,  and  f.  404  shortened  in  tlie  direction 


403 


404 


405 


And  re  a  sb  erg. 

Andreasberg. 

of  the  vertical  axis  ;  both  penetration-twins,  the  two  an- 
terior quadrants  twinned  parallel  to  7",  and  then  these 
parts  prolonged  backward  in  the  direction  of  the  shorter 
diagonal,  making  a  crystal  composed  of  two  intersecting 
crystals,  but  apparently  composed  of  4  parts ;  each 
part  having  one  narrow  plane  1  between  two  planes 
1,  and  one  broad  /,  because  the  form  1  is  hemihedral,  the 
planes  occurring  only  on  one  of  the  two  basal  edges  of 
either  half  of  the  prism,  2.  Composition  the  same,  but 
twins  double  twins,  as  in  f.  405  ;  also  in  f.  406.  which  is 
like  f.  405  in  a  different  position,  except  in  the  enlargement  of  planes  1 
and  the  consequent  absence  of  the  terminal  planes  /,the  large  lateral  planes 
corresponding  to  4  Oh  and  each  reentering  pair  to  4  /'s.  Unknown  massive. 

H.=4-5.  G.  =  2-44 — 2-45.  Lustre  vitreous.  Color  white;  passing  into 
gray,  yellow,  red,  or  brown.  Streak  white.  Subtransparent — translucent. 
Fracture  uneven,  imperfectly  conchoidaL  Brittle.  Double  refraction 
weak.  Optic-axial  plane  i-i  (having  the  direction  of  the  lines  in  base  in  f. 
404) ;  acute  bisectrix  positive.    Dispersion  inaj^preciable. 

Var. — The  variety  morvenite,  from  Strontian,  Scotland,  occurs  in  transparent  and  translucent 
brilliant  crystals  like  fig.  403.  _  G._=2'447,  Damour. 

Comp.— 0.  ratio  for  R,  Si,H=l  :  B  :  10  :  5  (or  4|) ;  corresponding  to  5  Si,  ^1,  !6a,  5H= 
Silica  46-5.  alumina  lo-9,  baryta  23-7,  water  1 3-9  =  100. 

Analyses:  1,  Kohler  (Pogg.,  xxxvii.  o61);  '2,  Ramraelsberg  (Handw,  i.  200):  id.  (Pogg.,  ex. 
624);  4,  5,  Kohler  (1  c.) ;  6,  Rammelsberg  (Pogg.,  ex.  624):  7,  Connel  (Ed.  K  Phil.  J.,  July, 
1832,  33);  8,  Damour  (Ann.  d.  M.,  lY.  ix.  336,  and  C.  R,  xxii.  745);  9,  10,  Damour  (Ann.  d. 
M.,  IT.  ix.  345) : 


Si 

^1 

:6a 

Ca 

Xa 

K 

1.  Andreasberg 

46-63 

16-82 

20-32 

0-26 

1-02 

15-03  =  100-08  Kohler. 

2. 

Andreasberg 
(( 

48-74 

17-65 

19-22 

14-66  =  100-27  Rammelsberg. 

3. 

48-49 

16-35 

20-08 

tr. 

2  07 

13-00  =  99-99  Rammelsberg. 

4. 

Oberstein 

4665 

16-54 

1912 

1-10 

1-10 

15-24=99-77  Kohler. 

5. 

Strontian 

46-10 

16-41 

20-Sl 

0-63 

0-90 

15-11  =99-96  Kohler. 

6. 

47-52 

16-94 

20-25 

1-09 

1-00 

]3-45  =  100"J5  Ramm. 

7. 

(C 

47  04 

15-24 

20-85 

0-10 

0-84 

0-88 

14-9-2,  Fe  0-24=100  11  Connel. 

8. 

(( 

47-74 

15-68 

21-06 

0-80 

0-78 

13  19,  3Pe  0-51  =  99-76  Damour. 

9. 

Morvenite 

47  60 

16-39 

20-86 

0-74 

0  81 

14-16,  Fe  0-65  =  101-21  Damour. 

10. 

u 

47-59 

16-71 

20-45 

14-16,  3Pe  0-56  =  99-47  Damour. 

Pyr.,  etc. — According  to  Damour,  the  Scotch  harmotome  loses  4  3  p.  c.  by  6  mos.'  exposure  to 
dried  air.    Heated  to  100  '  C.  it  loses  1-8  p.  c  ;  between  100°  and  150°,  9  9  p.  c. ;  between  100^ 
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and  190°,  13-5  p.  c  ;  and  after  24  h.  exposure  to  the  ordinary  air,  what  is  lost  is  restored.  At  a 
dull  red  heat  the  loss  is  l4-6o  p  c,  and  the  mineral  is  disaggregated;  the  total  loss  at  a  bright 
red  heat  is  14'70  p.  c.  B,B.  whitens,  then  crumbles  and  fuses  without  intumescence  at  3  5  to 
a  white  translucent  glass.  Some  varieties  phosphoresce  when  heated.  Decomposed  by  muriatic 
acid  witliout  gelatinizing. 

Obs. — Harmotome  occurs  in  amygdaloid,  phonolite,  trachyte;  also  on  gneiss,  and  in  sonie 
metalliferous  veins. 

Occurs  at  Stroutian,  in  Scotland,  in  fine  crystals,  some  an  inch  through ;  in  a  metalliferous 
vein  at  Andreasberg  in  the  Harz ;  at  Rudelstadt  in  Silesia ;  Schiffenberg,  near  G-iossen  ;  at 
Schima  and  Ilaueustein  in  Bohemia  ;  near  Eschwege  in  Hesse ;  at  Olierstein  ia  Birkenfcld.  im- 
planted on  agate  in  siliceous  geodes  ;  at  Kongsberg  in  Norway;  with  analcite  in  the  amygda.oid 
of  Dumbartonshire. 

Named  from  'aofiog,  joint,  and  TSin'(,<,  to  cut,  alluding  to  the  fact  that  the  octahedron  (made  by  the 
planes  1)  divides  parallel  to  the  plane  that  passes  through  the  terminal  edges. 

On  cryst.  see  Levy's  Ueuland  ;  Descloizeaux,  Ann.  d.  M.,  IV.  ix.  o30,  and  Min.,  i.  412.  The 
prismatic  angle  124"^  47'  gives  for  the  prism  i-'j  the  angle  87'  26'  and  92'  34',  which  is  near  the 
angle  in  phillipsite  ;  so  that  while  pliillipsite  has  the  0.  ratio  for  bases  and  silica  of  a  bisilieato 
and  the  angle  //\/of  pyroxene,  harmotome  has  the  0  ratio  nearly  and  angle  /  .  /  of  horn- 
blende.   Damour  and  Descloizeaux  show  morvenite  to  be  harmotome  (Ann.  d.  M,,  IV.  ix  839). 

The  name  Andreolite  of  Delametherie  (derived  from  the  locality  at  Andreasberg)  has  the  priority, 
and  also  Ercinite  of  Xapione  ;  but  Haiiy  substituted  hannoiome.  of  no  better  signification,  and  all 
subsequent  mineralogists  have  followed  him. 

391.  HYPOSTILBITB.    Beudant  (fr.  Faroe),  Min,  ii.  119,  1832.    Desmin,  Puflerit,  Bukeisen, 

Ber.  Ak.  Wien,  xxiv.  286,  1857. 

In  small  concretions,  compactly  fine  fibrous  within ;  also  in  large  radiate- 
fibrous  or  columnar  masses. 

H.  =  3'5  — 4.  G.  — 2*1  — 2*25.  Lustre  yitreous,  strongly  so  to  feebly 
shining.  Color  white,  sometimes  greenish-white.  Transparent  to  trans- 
lucent. 

Comp.,  Var.— 0.  ratio  for  E,  %  Si,  B[=l  :  3  :  9  :  6,  corresponding  to  4i  Si,  ^1,  (^  Ca  +  |Xa), 
6H=,  if  R  =  Oa,  Silica  50-3,  alumina  19-2,  lime  10*4,  water  20-1  =  100.  The  ordinary  hypostil- 
bite  contains  some  soda,  with  Xa  :  Ca=2  :  7,  nearly;  while  the  variety  is  without 

alkalies. 

G.  of  hypostilbite,  2*14.  Beudant ;  2-18.  Haughton  ;  2-25-2,  Mallet ;  of  puflerite,  2.  Bukei.^on :  --'l, 
Damour.  In  puflerite  the  fibres  have  two  unequal  cleavages,  at  right  angles  wiili  one  another, 
with  lustre  strongly  vitreous.  Double  refraction  is  strong ;  axial  divergence  small ;  bisectrix 
parallel  to  the  sides  of  the  fibres  and  negative ;  axial  plane  parallel  to  the  plane  of  more  difficult 
cleavage;  Descl. 

Analyses:  1,  Beudant  (Min.,  ii.  120);  2,  Dumenil  (ib.);  8,  Mallet  (Am.  J  Sci.,  II.  xxii.  179); 
4,  Haughton  (Phil.  Mag,  IV.  xiii.  510);  5,  id.  (ih.,  xxxii.  224);  6,  Bukeisen  (Ber.  Ak.  Wien, 
xxiv.  2b6) : 


Si 

XI 

Mg 

Ca 

Xa  K 

s 

1, 

Faroe 

52-43 

18-32 

8-10 

2-41  

18-70  = 

99-96  Beudant. 

2. 

Dalsnypen 

52-25 

18-75 

7-;-;6 

2-39  

18-75  = 

Oil  50  Dumeuil. 

3. 

Skye 

53-95 

20-13 

tr. 

12-8t) 

0-87 

12-42  = 

100-23  Mallet. 

4. 

52-40 

17-98 

0-36 

9-97 

1-40  0-03 

17-8:-!  = 

•.<9-97  Haughton. 

5. 

Bombay 

52-80 

17-12 

tr. 

7-89 

2-85     0  07 

18-52  = 

9S-75  Haughton. 

6. 

Puflerite. 

52-84 

16-30 

11-19 

17-16  = 

98  09  Bukeisen. 

Thomson  found  (Min.,  i.  345)  a  "red  stilbite  "  from  Dumbarton  to  contain  §i  52  5  »,  Al  17-32, 
Ca  11-52,  H  18-45  =  99-79.  As  he  calls  the  mineral  red  slilhde  from  Dumbarton,  a  noted  local- 
ly of  red  stilbite  familiar  lo  him,  and  scilbito  is  easily  distinguished  by  its  pearly  cleavage,  it  is 
far  safer  to  give  credit  to  his  mineralogical  opinion  than  to  his  analysis.  Until  hypostilbite  is  an- 
nounced on  good  authority  from  Dumbarton,  the  analj'sis  may,  therefore,  be  taken  only  as  a  cohi- 
cidence  by  error. 

Pyr.,  etc. —According  to  Beudant,  intumesces  a  little,  and  fuses  with  difficulty  on  the  edges; 
attacked  by  acids  without  gelatinizing.    According  to  Mahet,  gelatinizes  readily  wdtli  acids. 

Puflerite,  according  to  Bukeisen,  intumesces  much,  and  fuses  easily  to  a  snow-white  blebby 
glass. 
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Qbs. — Hypostilbite  occurs  on  the  island  of  Faroe  with  stilbite  and  epistilbite,  forming  fibrcntf. 
nodules  or  concretions  in  amygdaloid;  on  the  island  of  bkye,  in  a  similar  manner;  in  the  N-2r- 
budda  valley,  and  near  Bombay  in  India,  in  the  same  rock,  constituting  large,  fibrous,  transparent 
mas.^es,  radiated  like  natrolite  or  thomsonite. 

Puflerite  occurs  at  Pufler-loch  in  the  Seiser  Alps,  Tyrol,  in  cavities  in  melaphyre,  with  analcite 
au(!  cliabazite,  and  often  implanted  on  these  minerals  in  small  concretions. 

Named  from  'i  -^',  belov:,  and  sidbite,  in  aUusion  to  its  eontaming  less  silica  than  stilbite.  It  has 
been  considered  altered  stilbite. 


392.  STILBITE.  Zeolit  pt.  CronsL,  Ak.  H.  Stcckh.,  1756;  Zeohtes  cryst,  crystalli  ad  centrum 
tendentes  (fr.  Gustafsberg,  etc.),  CronsL,  102,  1758.  Z.  facie  Selenitiea  lamellaris,  Blattricher 
ZeoUt  pt,  Wall.,  Min.,  i.  313,  1772.  Strahliger  Zeolith  Wern.,  Ueb.  Cronst.,  242,  1780. 
Strahl-Zeohth  (var.  of  Z.)  Wern.,  1800,  Ludwig.,  I  49,  1803.  Eadiated  Zeolite.  Zeolite 
nacree,  Stilbite,  Delameth.,  T  T.,  ii.  305,  1797.  Stilbite  (Heulandite  inch)  H.,  J.  d  M.,  iii.  G6, 
1798,  Tr.,  iii.  LSOl,  1822  ;=Strahl-Zeolith  Hoffm.,  Min.,  ii.  237,  1812.  Desmine  Stilbite  with 
Heul.  excl.]  BreitU.,  Hoffm.  Min.,  iv.  b,  40,  1818  ;=Stilbite  Brooke,  Ed.  Phil.  J.,  vi.  112,  1822. 
Spheerostilbite  Beud.,  Tr.,  ii.  120,  1832,    Syhedrite  Shepard,  Am.  J.  Sci.,  II.  xl.  110,  1865. 

Orthorliombic.  I A  7=94°  16'  (whence  i-^  A  {-2  =  130°  12',  analoijue  of 
/A/inlieulaudite);  1  A  1,  front,  =  119°  16^  side,  114°  0\  i-l  A  i-t=dO°. 

Brooke  and  Miller  make  0  A  i-l  or  i  ^=90°,  i-l  A  1  =  123^, 


i-l  A  1=120°  22'.  Cleavage  :  i-%  perfect,  i-l  less  so.  Fonns 
as  in  f.  407  ;  more  common  with  the  prism  flattened  par- 
allel to  i-l  or  the  cleavage-face,  and  pointed  at  the  extrem- 
ities ;  sometimes  with  the  vertical  edges  replaced  b}^  the 
prism  /.  Twins :  cruciform,  composition-face  1-2,  rare. 
Common  in  sheaf-like  aggregations  ;  divergent  or  radiated ; 
sometimes  globular  and  thin  lamellar-colunmar. 

H.=3-5-4.  G.=2-094  — 2-205  ;  2-101,  Ilaidinger. 
Lustre  of  i-i  pearly  ;  of  other  faces  vitreous.  Color  white  ; 
occasionally  yellow,  brown,  or  red,  to  brick-red.  Streak 
uncolored.  Transparent— translucent.  Fracture  uneven. 
Brittle.  Double  refraction  strong ;  optic-axial  plane  i-i  : 
divero-ence  50 
O:  t)escL 


55°  ;  bisectrix  negative,  perpendicidar  to 


Var. — 1 .  Ordinary.  Either  (a)  in  crystals,  flattened  and  pearly  parallel  to  the  plane  of  cleavage, 
or  sheaf-like  or  divergent  groups  ;  or  (b)  in  radiated  stars  or  hemispheres,  ^^dth  tlie  radiating  indi- 
viduals showing  a  pearly  cleavage  surface.  Spluerovfilhiit  Beud.  is  in  spheres,  radiated  within, 
with  a  pe;irly  fracture,  rather  soft  externally,  bat  harder  at  centre,  and  having  G.  =  2-31.  Heddle 
shows  that  it  is  stilbite  impure  from  mixture  with  mesolite ;  the  original  was  from  Faroe 

Comp.— 0.  ratio  1 :  3 :  12:6;  corresponding  to  6  Si,  Al,  Oa,  6 II=:bilica  57-4,  alumina  iH-.i,  lime 
8'9,  water  17-2  =  100.  Analyses:  1,  Fuchs  &  Gehlen  (Schw.  J.,  viu.  25:^);  2,  Hisinger  (ib.,  xxiii 
6:-<);  3,  Retzius  (Jahresb.,  iv.  153);  4,  Moss  (Pogg.,  Iv.  114);  5,  Riegel  (J  pr.  Ch^  xl.  317):  6, 
Hermann  (Bull.  Soc.  Nat.  Moscou,  1848,  318);  7.  MLiuster  (Pogg.,  bcv.  297);  8.  9,  Sjogren  (CEfv. 
Ak.  Stockh.,  1848,  111);  1 U,  Waltershausen  (Vulk.  Gest,  254);  11,  Kerl (B.  H.  Ztg ,  1858,  No.  2); 
12,  R.  "Weber  (ib.);  13,  Beudant  (Min.,  ii.  119,  120);  14,  Heddle  (Greg  &  L  Min.,  164);  15,  Irt, 
Haughton  (Pliil.  Mag.,  IV.  xiii  510,  xxxii.  224) : 


1.  Iceland 
2. 

3.  Faroe 

4.  " 

5.  Niederkirchen 

6.  Ilmen  Mts.;  G.=2-19 

7.  Cliristiaua;  G.  =  2-203 


§i 

^1 

Ca 

Js-a 

K 

H 

55-07 

16-58 

7-58 

1 

.50 

19-30  =  100-03  P.  &  G. 

5s-0 

16-1 

9-2 

16-4=99-70  Hisinger. 

56-08 

17-22 

6-95 

2-17 

18  85  =  100-77  Retzius. 

57-18 

16-44 

7-74 

1-11 

0-32 

17 -79  =  100-58  Moss. 

58-38 

16-66 

7-16 

1-62 

14-50,  Fe  0-26  =  98  53  Riegel. 
17-75,  Fe,  Mn  1-0=100  Hermann. 

56-31 

16  25 

7-66 

1-03 

58-53 

15-73 

7Mt2 

3-07^ 

17-05,  Fe  0-5  Munster. 

*  With  some  magnesia. 
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Si 

8  Gustafsberg 

57-41 

16-14 

9.  Barbro.  Norway 

58-41 

16-5G 

10.  Icelaud;  G.  =  2-134 

57-40 

1<;-J3 

1 1.  Andrea sberg 

56  3 

15-9 

T"i,  Berutiord.  Iceland 

58-02 

14-94 

13.  Sphoirodilbtie 

65-l)l 

17-61 

14.  Skye 

56  54 

16-43 

15.  Bombay 

58-20 

15-60 

16.  Xerbudda 

56-59 

15-35 

Ca 

Xa 

K 

11 

8  97 

1-21 

1-04 

16-60,  Mg-     =  101-40  Sjoo-rcn. 

7-89 





16-53,  Mg,  Mn  0-59  =  99-93  S. 

771 

0-60 

0-34 

16  58,  Mg-  0  13  =  99-i>9  W  altersii. 

7-4 

0-6 

17-6.  Fe  1  3  =  991  Kerl. 

8-33 

1-30 

1  7-71  =  100-30  Weber. 

9-03 

0-68 

17 -84=  1(10-07  Beudant. 

8-90 

0-46 

17-05  =  99-38  Heddle. 

8-07 

0-49 

0-92 

18  0.1=10, -28  Haughton. 

5-88 

1-45 

0-ft9 

17-48  Haughton. 

A  "U'-hite  silky  i-ucrustation  on  chert,  from  the  hot  spring  of  Olette,  eastern  Pyrenees,  afforded 
J  Bonis  Si  57-6,  '-kl  16-1.  Oa  8-6,  H  17-6  =  99-9;  and  Descloizeaux  observes  that  it  occurs  also  la 
oleaval)le  rectangular  prisms  like  those  of  stilbite. 

Syhedrite  of  Shepard  (1.  c),  from  trap  in  the  Syhedree  Mountains,  Bombay,  has  a  greeuisli  color, 
with  (i.  =  2-321  :  and  afforded  W.  S.  Tyler  (i.  c.)  Al  15-(i6,  Fe  •i-71,  Mg  2-4i),  Ca  6-45,  H  16-4  ,  tlie 
resr.  5()-'.i2,  uiidetennuied,  but  supposed  to  be  aU  silica.  Alkalies  wanting.  It  may  bo  an  impure 
stilbite,  colored  \)X  a  chlorite-like  mineral. 

Pyr.,  etc. — According  to  Damour,  loses  1-3  p.  c.  at  100'  C. ;  13  p.  c.  between  100'  and  150-'  C. ; 
regaining  all  lost  but  3-1  p.  c.  after  5  days'  exposure  to  the  ordinary  air;  at  l7o^  C.  the  loss  is 
p.  c,  which  is  reduced  to  9-2  p.  c.  after  15  clays'  exposure.  B.B.  exfoliates,  swells  up,  ciirves 
into  fan-like  or  vermicular  forms,  and  fuses  to  a  white  enamel,  F  ='2  —  2-5.  Decomposed  by 
muriatic  acid,  without  gelatinizing  The  sphcero&ti  bite  gelatinizes,  but  Heddle  says  this  is  owing 
to  a  mixture  of  niesolde  with  the  stilbite. 

Ods. — Stilbite  occurs  mostly  in  cavities  in  amygdaloid.  It  is  also  found  in  some  metalliferous 
veins,  and  in  granite  and  gneiss. 

Abundant  on  the  Faroe  Islands,  in  Iceland,  and  on  the  Isle  of  Skye.  in  ainyu'dalo'd :  alro 
found  on  the  Isle  of  Arran,  Scotland;  in  Dumbartonshire,  at  Long  Craig,  ami  i\i  Ki';\:i!^  k.  Scot- 
land, in  red  crystals;  at  Kincardine,  Kilmalcolm,  Campsie,  Scotland:  at  tljc  tliatit's  i\ais-way, 
in  the  Mourne  Mts..  etc.,  Ireland;  at  Audreasberg  in  the  Ilarz,  a:;d  K  )n.:sl)crg  and  Ari  u.lal  iu 
Xorway,  with  iron  ore;  in  the  Yendayah  Mts.,  Hindcstan,  iu  large  transhiceut  cry^tiils  having  a 
reddish  tinge;  also  in  the  Xerbudda  valley  and  iu  the  Bombay  Presidency;  a  brown  xi'v'x'iy  oii 
granite,  at  the  copper  mines  of  Gustafsberg,  near  Fahiun  in  Sweden  ;  at  Audreasberg.  Kougsberg, 
etc. 

Sphcerostilbite  occurs  in  minute  spheres  over  faroelite  in  Skye;  at  Storr  (anal.  13,  14);  and  at 
Quiring,  in  spheres  as  large  as  a  pea. 

Til  Xorth  America,  sparingly  in  smaU  crystals- at  Chester  and  the  Charlestown  syonite  quarries, 
Mass. ;  at  the  gneiss  quarry,  Thachersville,  Conn.,  in  crystals  lining  cavities  iu  coarsc  granite  ;  at 
Hadlyme,  in  radiated  forms  on  gneiss,  associated  with  epidote,  garnet,  and  apatite :  at  PhiUips- 
town,  X.  Y.,  in  crystals  or  fan-like  groups ;  opposite  West  Point,  in  a  vein  of  decomposing  bluish 
feldspar,  intersecting  gneiss,  in  honey-yellow  crystals ;  in  the  greenstone  of  Pieraiont,  iu  udnute 
crystals ;  in  scopiform  crystals  of  a  dull  yeUow  color,  near  Peekskill,  X.  Y. ;  and  at  Bergen  Hill, 
Xew  Jersey,  in  small  but  bright  crystals;  also  at  the  Micliipicoton  Islands,  Lake  Superior;  at 
Partridge  Island,  Xova  Scotia,  forming  a  perpendicular  vein  tVoui  to  A  inches  thick,  and  from 
SO  to  5u  feet  long,  intersecting  amy.ndaloid,  its  colors  white  and  fiesli-red ;  also  at  Isle  Haute, 
Digby  Xeck,  Guhiver's  Hole,  Black  Rock,  Cape  Blomidou.  Hall's  Harljor.  Long  Point. 

The  name  stilbite  is  from  Grisfhi^  lustre;  and  desniine  from  Uji,  a  b"nd/e  The  species  stilbite, 
as  adopted  by  Haiiy,  included  Strahlzeolitli  Went,  (radiated  zeolite,  or  the  above),  and  Blatterzeo- 
lith  Wern.  (foliated  zeolite,  or  the  species  heulandite  beyond).  The  former  was  the  typical  part  of 
the  species,  and  is  the  first  mentioned  in  the  description  ;  and  the  latter  (made  the  variety  sidbite 
anainorph'que)  he  added  to  the  species,  as  he  observes,  with  much  hesitation.  In  Is;  17,  Breit- 
haupt  separated  the  two  zeolites,  and  caUed  the  former  desnnue  and  the  latter  euzeol'te,  thus 
throwing  aside  entirely,  contrary  to  rule  and  propriety,  Haiiy's  name  sldbite,  which  should  have 
been  accepted  by  him  in  place  of  desmine,  it  being  the  typical  part  of  his  species.  In  IS  '2 
Brooke  (apparently  unaware  of  what  Breithaupt  had  done)  used  stilbite  for  the  first,  and  named 
the  other  heulandite.  lu  this  he  has  been  followed  by  the  French  and  English  mineralogists  • 
while  the  Germans  have  unfortunately  fohowed  Breithaupt. 

Alt. — StUbite  has  been  observed  changed  to  quartz. 

393.  EPI3TILBITE.    Epistilbit  G.  Base,  Pogg,  vi.  183,  1826.    Monophan  Breith.,  Char.,  279, 

1823. 


Orthorhombic.  I A  I=1Sd^  10',  0  A  1-1=144°  5S' ;  a  :  h  :  c=l'422  :  1  : 
2'4242.    Observed  plaiies,  as  in  f.  40S,  with  2-2  replacing  edge  /A  1-1. 


OXYGEN  COMPOUNDS. 


l-l  A  l-l,  top,  =  109°  46',  l-i  A  1-2,  top, 
=  122°  9',  1-2  A  1-2=141°  47'.  Cleavage:  2-2,  very 
perfect;  indistinct  in  other  directions.  Face  /mostly 
uneven.  Generally  in  twins;  composition-face  / 
Also  granular. 

H.=4-4-5.  G.  =  2-249-2-363.  Lustre  of  cleavage- 
face  pearly ;  of  /  vitreous.  Color  white,  bluish-  or 
yellowish-white,  reddish.  Transparent — translucent. 
Fracture  uneven.  Double  refraction  weak ;  plane  of 
optical  axes  parallel  to  2-2,  and  bisectrix  normal  to  {-?. 

Comp.— 0.  ratio  for  S,  K.  Si.  H^^l  :  3  :  12  :  5 ;  corresponding  to  6  gi,  ^1,  (4  Ca+4-  Xa),  5  H= 
Silica  59-0,  alumina  169,  lime  73,  soda  2*0,  water  14-8  =  100.  Analyses:  1,  2,  G.  Rose  (1.  c.) ; 
3,  Dr.  Limpricht  (Waltersh.  Yulk.  Gest.,  248) ;  4,  5,  Waltershausen  (ib.) ;  6,  Kurlbaum  (Am.  J. 
Sci.,  II.  xxiii.  421)  ;  7,  8,  How  (ib.,  xxvi.  3H): 

H 

14-48  =  99-93  Rose. 

12-  51  (ioss)  =  100  Rose. 
14  98  =  101-44  Limpricht. 

13-  90  =  101-01  Waltershausen. 

14-  31  =  101-62  Waltershausen. 

14-  21,  3Fe  0-12,  K  0-19  =  100-2?.  Kurlbaum, 

15-  42,  Fe  1-58,  K  0-99  =  99-89  How. 
14-93  =  100  How. 


Si 

Al 

Ca  Xa 

1.  Berufiord 

58-59 

17-52 

7-56  1-78 

2.  " 

60-28 

17-36 

8-32  1-52 

3. 

hh.  58-99 

18-21 

6-92  2-35 

4.  " 

59-22 

17-23 

8-20  2-46 

5.  " 

ywh.  60-08 

16-74 

8-14  K2-35 

6.  " 

58-74 

17-10 

7-81  Xa2-05 

T.  N.  Scotia 

(1)  58-57 

15-34 

7  00  0-99 

8. 

58-35 

16-73 

7-87  2-10 

Pyr.,  etc. — B.B.  intumesces  and  forms  a  vesicular  enamel.  Soluble  in  concentrated  muriatic 
acid  without  gelatinizing-, 

Obs. — Occurs  with  scolecite  at  the  Berufiord  in  Iceland;  in  Faroe;  at  Poonah  in  India ;  in 
small  flesh-colored  crystals  at  Skye ;  in  small  reddish  crystals,  nearly  or  quite  opaque,  with  stil- 
bite,  at  Margaretville,  N.  Scotia,  7  m.  E.  of  Port  George  (anal.  7  ;  loc.  for  anal.  8  noc  precisely 
known).    Reported  as  occurring  with  stilbite,  apophyhite,  etc.,  at  Bergen  Hill,  N.  J. 

Parastilhite.  Von  Waltershausen  thus  names  (1.  c,  p.  251)  a  specimen  from  Borgarfiord,  which 
afforded  on  analysis  Si  61-87,  ^1  17-83,  Oa  7*32,  Xa  2 liO,  K  1;78_H  9  20=100,  for  which  he 
deduces  the  0.  ratio  1:3:12:3,  and  writes  the  formula  Si  +  ^il  Si^+3  H.  It  resembles  epi- 
stUbite,  but  gives  (Pogg.,  xcix.  170)  136^  39'  for  the  angle  /A  /. 

394.  HEULANDITB.  BKittriger  Zeolith  Meyer,  Beschaft.  Ges.  N.  Fr.  Berha,  iv.  1779  . 
Hoffm.,  Bergm.  J.,  430,  1789.  Blatter-Zeolith  (var.  of  Z.)  Wern.,  1800,  Ludw.  Min.,  49,  1803. 
Stilbite  pt.,  Stilbite  anamorphique,  H.,  Tr,,  iii.  18i»l.  Euzeolith  BreitJi.,  Hofifm.  Min.,  iv.,  b, 
40,  1818.  Ileulandite  Brooke,  Ed.  Phil.  J.,  vi.  112,  1822.  Lincokiite  Hitchcock,  Rep.  G.  Mass., 
1833,  437,  1835,  662,  1841.    Beaumontite  Levij,  C.  R.,  1839. 


Mon 


6^.^88°  35',  7  A  7=136° 


410 

ii' 

Jones's  Falls. 


4^  0  A  1-2  =  156°  45';  a\h:c= 
1*065  :  1  :  2-1:785.  Observed  planes  as 
in  the  annexed  figures. 


0  A  2-z=:116°  20' 
(9  A-2-z'=114 
2-i  A  -2-^=129  40 


^•-1  A -1=106°  32' 

A  7=111  58 
-1  A -1  =  146  56 


Cleavage 
Also  ill  globular 


clinodi  agonal  {i-V)  eminent, 
forms ;  also  c^rannlar. 
H.  =  3-5— 4.  G.  =  2-2,  Haidiiiger  ; 
2'195,  Faroe  Islands,  Thomson  ;  2*175, 
Iceland.  Lustre  of  i-\  strong  pearly ; 
of  other  faces  vitreous.  Color  various 
shades  of  white,  passing  into  red,  gray. 


HYDROUS  SILICATES,  ZEOLITE  SECTIOX. 


and  brown.  Streak  white.  Transparent — subtranslucent.  Fracture  siib- 
conchoidal,  uneven.  Brittle.  Double  refraction  weak ;  optic-axial  plane 
normal  to  i-i ;  bisectrix  positive,  parallel  to  the  horizontal  diagonal  of  the 
base;  Descl. 

Comp.— 0.  ratio  1:3:12:5.  corresponding  to  6  Si.  Xl,  Ca,  5  rr  =  Silica  59-1,  alumina  16-9.  lime 
9-2.  water  14-8=100.  Analyses  :  1  Meyer  (1.  c  );  2,  Tlionisou  i^Min..  i.  o4T);  8,  4.  Rammelsberg 
(Haudw..  i.  :-!(i2,  Fogg,,  ex.  525);  5.  Dainour  (Ann.  d  M..  17.  x  2uT);  6,  Waltersliausen  (Yulk. 
Gest,  252j ;  7,  Haughton  (Phil.  Mag.,  IV.  xiii.  aUy)  : 


Si 

Ca 

Xa 

K 

H 

1. 

58-3 

17-2 

6-6 

17  53=99-6  Meyer. 

2. 

Faroe 

5915 

17-92 

765 

15-4U  =  1()0-12  Thomson. 

3. 

Iceland 

58  2 

17-6 

7-2 

16-0  — '.'9-0  Rammelsberg. 

4. 

59-68 

15-14 

6  24 

0-46 

2-35 

15-48  Rammelsberg. 

5. 

59-64 

16-33 

7  44 

1-16 

0-74 

14- 33  =  99 -61  Dam  our. 

6. 

(i 

58-90 

16-81 

7-38 

0-57 

l-6o 

14  3H,  Fe  0-12,  Mg  i  -29  =  100-04  W. 

7. 

Xerbudda 

56-59 

15-35 

5-88 

1-45 

0-89 

17-48,  Mg  0-s2  =  98-46  Haughton. 

The  red  color  of  the  Fassa  crystals  is  due,  according  to  Kenngott,  to  minute  crystalline  grains 
of  another  mineral. 

Pyr.,  etc. — According  to  Damour.  the  Faroe  mineral  loses  part  of  its  water  in  dry  air,  which 
it  retakes  in  ordinary  air;  the  loss  of  the  mineral  is  2-1  p.  c.  at  lOvj'  C,  and  S-7  p.  c.  between  100° 
and  150°  C. ;  and  this  is  restored  again  after  24  hours  in  the  air.  At  190°  the  loss  is  12-3  p.  c. ; 
and  by  the  end  of  two  months  aU  is  regained  but  2-1  p.  c.    B.B.  same  as  with  stilbite. 

Obs= — Heulandite  occurs  principally  in  amygdaloidal  rocks.  Also  in  gneiss,  and  occasionally  in 
metailiferous  veins. 

'Che  finest  specimens  of  this  species  come  from  Berufiord,  and  elsewhere,  Iceland :  the  Faroe 
Islands  ;  the  Vendayah  Mountains,  Hindostan.  It  also  occurs  in  the  Kilpatrick  Hills,  near  Glas- 
gow ;  on  the  I.  of  Skye  ;  in  the  Fassa  Valley,  Tyrol ;  Andreasberg.  Harz  ;  near  Semil  and  Rodis- 
fort,  Bohemia ;  Poremba,  Poland;  Marschendorf,  Moravia;  Xeudorfel,  near  Zwickau,  Saxony; 
Siberia,  at  Xertschinsk,  etc.  ;  in  the  amygdaloid  of  Abyssinia.  Red  varieties  occur  at  Campsie  in 
Sterlingshire,  with  red  stilbite  ;  also  in  Fassa  Valey,  Tyrol ;  and  brown  in  ore  beds  at  Arendal. 

At  Peter's  Point,  Xova  Scotia,  it  occurs  in  amygdaloid,  presenting  white  and  flesh-red  colors, 
and  associated  with  laumontite,  apophyllite.  thomsonite,  etc. ;  also  at  Cape  Blomidon,  in  crystals 
an  inch  and  a  half  in  length  ;  at  Martial's  Cove,  Isle  Haute,  Partridge  Island,  Swan's  Creek,  Two 
Islands,  Hall's  Harbor,  Long  Point. 

In  the  United  States,  with  stilbite  and  chabazite  on  gneiss,  atHadlyme,  Ct.,  and  Chester,  Mass. ; 
with  these  minerals  and  datolite,  apophyllite,  etc.,  in  amygdaloid  at  Bergen  Hill,  New  Jersey  ; 
sparingly  at  Kipp's  Bay,  Xew  York  Island,  on  gneiss,  along  with  stilbite ;  at  McKinney's 
quarry,  Rittenhouse  Lane,  near  Philadelphia,  sparingly;  on  north  shore  of  Lake  Superior, 
between  Pigeon  Bay  and  Fond  du  Lac ;  in  minute  crystals,  seldom  over  half  a  line  long,  -with  hay- 
deuite.  at  Jones's  Falls,  near  Baltimore,  on  a  syenitic  schist  (Levy's  beaumoniite,  w^hich  is  crystal- 
lographically  and  optically  identical  with  heulandite). 

Xamed  after  the  English  mineralogist,  H.  Heuland. 

Cerixite  H'jIU  (Ed.  X.  Phil.  J.,  II.  x.  84,  1859)  is  near  heulandite  in  composition,  but  is  massive, 
with  a  subre  ^nous  or  waxy  lustre,  H  =3-5,  white  or  yellowish-white  color,  and  it  fuses  B.B.  with- 
out intumescence.  How  obtained,  as  a  mean  of  two  analyses,  Si  57*57,  Al  12-66,  Fe  ri4,  Mg 
1-87,  Ca  9-82,  K  0*37,  H  15-69  =  99-12.  Forms  the  thin  outer  crust  of  amygdules  in  trap  of  the 
Bay  of  Fundy,  near  Black  Rock.  A  pure  species  could  hardly  be  expected  from  a  massive 
material  in  such  a  condition. 


395.  BREWSTBRITE.    Brooke,  Ed.  Phil.  J.,  vi.  112,  1822.    Diagonit  Breith.,  Char.,  118,  1832. 

Monoclinic.  (7=86°  56',  /A  7=136°,  6>  A  1-1=157°  14';  a  :  h  :  c=. 
1-0387  :  1^:  2-1:715.  0  A  ^-^=93°  4',  0  Ai-\=90%  0  A  7=93°  24',  0  A  yt 
=  176°,  -^-l  A  -|-l=172°,  Brooke.  From  measurements  bv  Mallet,  7  A  7= 
136°  13',  I/\i-i=lD7°  17'-23',  7a  ^4=112°  12'-17',  (9Afz=175°  49' 
-55',  y  A  -1-^=171°  40 '-43'.    Cleavage  :  i-l  liiglily  perfect. 

H.=4-5-5.   G.  =  2-432,  Thomson  ;  2-45,  Damour;  2*453,  Mallet.  Lus- 
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tre  of  i-l  pearly ;  of  other  faces  vitreous.  Color  white,  in- 
clining to  yellow  and  gray.  Streak  white.  Transparent — 
translucent.  Fracture  uneven.  Double  refraction  weak ; 
optic-axial  plane  normal  to  i-l ;  bisectrix  parallel  to  ortho- 
diagonal  ;  plane  of  axes  of  the  red  rays  inclined  21°-23^ 
to  i-i,  and  T0°-72°  4'  to  0. 

Oomp. — 0.  ratio  for  R,  Jf,  Si,  ]T=]  :  3  :  12  :  5,  corresponding  to  6  Si,  ^1, 
(|Sr  +  ^  Ba),  5  H=:Silica  5:;*5,  alumina  15-3,  baryta  7*6,  strontia  10  2,  watei 
13-4=  lUO.  Analyses:  1.  Connel  (Ed.  N.  Phil.  J.,  xix.  35);  2,  Thomson  (Min., 
i.  348);  3,  J.  W.  Mallet  (Phil.  Mag.,  lY.  xviii.  218)  : 

Si       ^1       3Fe     :6a     Sr      Ca  H 

1.  Strontian  53-67    ]7'49    0-29    6*75    8-32    1-35    12-58  =  1 00  45  Connel. 

2.  "  53-n4    16-54  f.-05    9-()l    O'SO    14-73  =  1 00-17  Thomson. 

3.  "  (1)  54-32    10-25    0-08    6-80    8  99    MO    13-22  =  99-85  Mallet. 

Pyr.,  etc. — According  to  Damonr,  brewsterite  loses  water  m  unheated  dried  air,  experiencing 
a  loss  of  weight  of  1-65  p.  c.  in  the  course  of  a  month.  At  100°  C,  after  2  hours,  the  loss  is  0-2 
p.  c,  but  at  130'  C.  7*7  p.  c,  when  the  mineral  while  stiU  hot  is  electric,  the  crystals  mutually 
attracting ;  they  hare  become  opaque  and  pearly ;  by  48  hours'  exposure  to  ordinary  air,  the  loss 
is  reduced  to  2-7  p.  c.  At  190"  C,  the  loss  is  8*2  p.  c. ;  this  is  reduced  to  zero  after  48  hours' 
exposure  ;  and  at  270°,  the  loss  is  lO'l  p.  c,  which  is  reduced  to  r2  p.  c.  after  8  days' exposure. 
At  a  dull  red  heat  the  loss  is  12*8  p.  c,  and  at  a  bright  red,  13'o  p.  c.  B.B.  swells  up  and  fuses 
at  3  to  a  white  enamel.    Decomposed  by  acids  without  gelatinizing. 

Obs. — First  observed  at  Strontian  in  Argyleshire,  with  calcite.  Occurs  also  at  the  Giant's 
Causeway,  coating  the  cavities  of  amygdaloid ;  in  the  lead  mines  of  St.  Turpet ;  near  Freiburg  in 
the  Brisgau ;  at  the  Col  du  Bonhomme,  S.  W.  of  Mont  Blanc,  on  a  quartz  rock  ;  near  Bareges,  in 
the  Pyrenees,  in  a  calcareous  schist;  and  it  has  been  reported  from  the  department  of  the  Isere 
in  France. 

Named  after  Sir  David  Brewster. 

396.  MORDENITE.    Row,  J.  Ch.  Soc,  II.  ii.  100. 

In  small  hemispherical,  reniform,  or  cylindrical  concretions.  Structure 
fibrous. 

H.  =  5.  G.=:2-08.  Lustre  highly  silky.  Color  white,  yellowish,  or 
pinkish.    Translucent  on  the  edges.    Rather  brittle. 

Comp.— 0.  ratio,  S,  §i,  H=l  :  3  :  18  :  6  ;  corresponding  to  9  gi,  ^1,  (|  Oa+iNa),  6fl=§i 
66-92,  ^1  12-66,  Oa  4  59,  Na  2-54,  H  13-29  =  100.    Analysis  :  How  (1.  c.) : 

gi  Al        6a       Na  H 

(f)  68-40      12-77      3-46      2-35      13  02  =  100. 

The  soda  includes  0*09  to  0  23  of  potash.    The  silica  varied  from  67*33  to  69-27. 

Pyr.,  etc. — Yields  water.    B.B.  fuses  without  intumescence.    Not  perfectly  decomposed  by 

acids 

Obs. — Occurs  near  Morden,  King's  Co ,  Nova  Scotia,  in  trap,  with  apophylhte,  barite,  and  a 
prehuite-like  mineral ;  also  at  Peter's  Point,  eight  miles  west,  AviLh  gyrolite. 


APPEXDIX  TO  ZEOLITE  SECTIOX. 

397.  SLOANITE    Meneghini  &  BecM,  Am.  J.  Sci.,  II.  xiv.  64. 

Orthorhombic.  /A /=105°.  Cleavage:  /  very  distinct.  In  radiated 
masses,  with  often  a  fracture  transverse  to  the  radiation. 
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II.=4-5.    G.==:2-441.    Lustre  pearly.    White.  Opaque. 

COMP.— 0.  ratio  for  R,  B,  Si,  H,  from  aualysis  =  l  :  5  :  7  :  l^rSilica  42-7,  alumina  34-9,  lime 
11-4:,  water  110=  100.    Analysis:  BecLi  (Am  J.  Sci.,  II.  xiv.  64): 

Si  ^1         Ca        Mg       Na        K  II 

42-19       35-00       8-12       2-67        0-25       0-30       12-50  =  100-76. 

Pyr.,  etc. — Yields  water.    B.B.  fuses  without  intumescence  to  a  white  enamel.    Dissolves  ir 
the  acids  even  in  the  cold,  and  gelatinizes. 
From  the  gabbro  rosso  of  Tuscany. 

398  Saspachite  Descloizeaux  (Min.,  i.  420).  A  zeolitic  mineral  from  Saspach  in  Kaiserstuhl, 
afforded  J.  Schill  (Jahrb.  Min.  1^<46,  452)  Si  51-50,  Al  16-51,  Ca  6-20,  K  6-82,  Mg  1-93,  H  17-00 
=  99-96.  Occurs  in  tufts  of  fibres  and  concretions;  G.  =  1-465;  H.=4— 5;  white  or  colorless ; 
lustre  silky  to  vitreous.  Easily  soluble  in  muriatic  acid.  Occurs  in  doleryte  in  cavities,  and  is 
often  overlaid  by  faujasite  and  apophylhte. 


III.  MAEGAEOPHYLLITE  SECTION". 

The  Margaroph^^lh'tes,  whose  general  characteristics  are  mentioned  on 
page  393,  have  the  crystallization  of  the  micas,  and  the  name  alludes  to 
the  pearly  folia.  Massive  varieties  are,  however,  much  the  most  common 
with  a  large  part  of  tlie  species,  and  they  often  have  the  compactness  of 
clay  or  wax.  Talc,  pyrophyllite,  serpentine,  are  examples  of  species 
presenting  both  extremes  of  structure  ;  while  pinite  occurs,  as  thus  far 
known,  only  in  the  compact  condition. 

The  proportion  of  silica  varies  widely,  the  oxygen  ratio  between  it  and 
the  bases  having  the  limits  3  :  1  and  J  :  1,  corresponding^  to  tersilicates  at 
one  extreme  and  the  lower  of  subsilicates  at  the  other.  I3ut,  reckoning  the 
water,  or  part  of  it,  among  the  bases,  the  species  may  all  be  arranged 
under  the  heads  of  Bisilicates,  Unisilicates,  and  Subsilicates  ;  and,  although 
there  must  be  much  that  is  hypothetical  in  such  an  arrangement,  the 
method  is  adopted  beyond. 

This  method  of  arrangement  is  in  fact  no  more  arbitrary  than  the  common  one  of  making  no 
account  of  the  water.  Talc  has  the  oxygen  ratio  for  the  silica,  bases,  2^  :  1  ;  but,  at  the  same 
time,  it  contains  water,  and  holds  it  even  when  highly  heated,  thereby  indicating  that  part,  at 
least,  of  the  water  is  basic ;  and  with  basic  water  the  ratio  may  be  2  :  I ,  or  that  of  a  true  Bisil- 
icate.  The  arrangement  of  talc  at  the  head  of  the  Bisihcates  appears,  therefore,  not  to  be  alto- 
gether arbitrary.  Pyrophyllite  is  a  true  alumina  talc,  it  having  the  same  oxygen  ratio  as  talc, 
and  like  structure,  lustre,  greasy  feel,  and  even  range  of  color ;  and  it  has  its  place,  therefore, 
next  to  talc,  among  the  Bisilicates.  Serpentine  has  not  silica  enotigh  for  a  Bisihcate  ;  but.  with 
half  of  its  water  basic,  it  is  a  Unisilicate.  Kaolinite  is  identical  with  serpentine  in  oxygen  ratio, 
as  pyrophyllite  is  with  tak-.  and  is  similarly  a  Unisilicate.  Pinite  has  the  same  ratio,  excepting 
half  less  of  water,  and  is  strictly  an  alumina-alkali  serpentine;  and  palagonite  is  another  of  like 
ratio  and  characters.  These  species,  moreover,  are  all  related  to  the  margarodites  or  hydrous 
micas. 

In  the  following  table  the  species  are  distributed  under  the  three  heads  above  mentioned.  The 
catalogue  of  the  species  and  their  formulas  in  the  first  two  of  these  subdivisions  is  followed  by  a 
table  containing  the  oxygen  ratio  for  the  protoxyds,  sesquioxyds,  silica,  and  water,  and  also,  in 
another  column,  those  for  the  bases,  sihca,  and  water ;  and  under  H  in  the  latter,  a  fraction  is 
added  in  parentheses,  which  indicates  what  proportion  of  the  water  (when  any)  is  made  basic  in 
the  formulas. 
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ARRAI^GEMENT  OF  THE  SPECIES. 


1.  BISILICATES. 


I.  TALC  GROUP.    Foliated  when  crystallized. 


(4-H+4Mg)Si 
aH+fMg)Si+i^ 

(^l^,H^^l)  si^+tvfi 

TI.  SEPIOLITE  GROUP 


'699.  Talc  A 
B 

4n0.  Pyhophyllite 

401.  PlHLITE 


Siei|e,i(iH,  +  fMg) 
Sie||e.||aH,  +  4Mg)  +  -i-aq 
Sie||e,||(iH2  +  i/?AI)+-yi5-aq 
Si  OiO.IKi  (H„K„ft)  +  A  /?A1)+  ,^0 


402.  Sepiolite 

403.  Aphrodite 

404.  CmOLITE 

405.  Smectite 

406.  Montmoeillonite 


Contain  magnesium  or  aluminum.    Known  only  massive. 

fl  +  f  Mg)  gi  +  i  H  Si  eie.lK^  H,+|-  Mg)  +i  aq 

Mggi  +  fiC  Sie||e.||Mg+f  aq 

(i  fi^+f  Al)  gi^+H  Si  OIie^lK^  H2  + 1-  i3M)+^  aq 

(i  £[3  +  i  3^1)  Si^  +  4i  H  Si  eiie^IKi  H,  +  i  /?A1)+  U  aq 

a H^+f  ^1)  Si^  +  5  H  Si  e||0.||(i     +  f  /?A1)+ 1|  aq 


ni.  CHLOROPAL  GROUP.    Contain  iron  in  the  sesquioxyd  state. 

407.  Stilpnomelane  (S^,  (J'e,  ^1))  Si^+  2  H  Si  OHOaKR,  /?(Fo,  Al))  + 1 ; 

408.  Chloropal  (Fe^3Fe)Si+4|fl 

409.  Glauconite 

410.  Celadontte 


Si0|O2|(Fe,  /?Fe)  +  liaq 


■& 

B  Si 

m 

gi 

H 

]& 

Si 

H 

SI 

Si 

Talc  A 

1 

2i 

i 

1 

H 

i 

CimoHte 

1 

3 

1 

1 

3 

la) 

B 

1 

2i 

3 

1 

Smectite 

1 

4 

4? 

1 

4 

4(i) 

Pyrophyllite 

1  2i 

1 

2i 

i(f) 

Montmorillonite 

1 

2i 

1 

2i 

Pihlite 

1 

8  20 

2 

1 

2| 

StUpnomelane 

1 

2 

Sepiohte 

1 

3 

1 

1 

3 

Chloropal 

1 

2 

i 

1 

2 

i 

Aphrodite 

1 

2 

1 

2* 

1 

Glauconite  1 

3 

9 

3? 

I 

2i 

II.  UNISILICATES. 

IV.  SERPENTINE  GROUP.    Contain  magnesium. 

411.  Serpentine           (jh  +  |  Mg)2gi+|H  SifO^aHa  +  f  Mg)2  +  iaq 

412.  Bastite 

413.  Deweylite            (ifi  +  ^Mg)^Si+^fl  Siie4i(HH-fMg)2  +  |aq 

414.  Ceeolite              (ifi  +  iMg)Si+iH  Si|e4|(in2  +  iMg)2  +  iaq 

415.  Hydrophite          (^£[  +  |(Mg,re))^Si  +  ^fi  Si|e4iaH2+f (Mg,Fe))'  + ^aq 

416.  Genthii-e              (ifl+t(Ni,Mg))'^Si+^a  SiI|e4iaH2  +  f  (??i,Mg)),  + ^aq 

417.  Saponite 
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V.  KAOLIXITE  GROUP.    Contain  aluminum. 

418.  Pholerite              ^PSi3  +  4n  Si|e4|i5rtl.2  +  f  aq 

419.  Kaolixite             (ilP  +  f      Si^  +  fH  Sil|e4|l(irH2+i/?rtl)2+iaq 

420.  Halloysii'E           (ill^+fAlf  6i^  +  3E[  Silie4||(iH2+f /?Al)2+aq 

421.  Samoite 


YI.  PINITE  aPOUP.    Contain  aluminum,  and  generally  alkali  metals. 

422.  PmxE  (iH'  +  f(K^Al)f Si^  Sii04||aH2+f(K„/?Al)), 

423.  Cataspilite  (|R^  +  |^l)^Si='  +  fS  SiiO^Kf  (K2,-ea,Mg)+f + Jaq 

424.  BiHARiTE  (ffl^  +  i^ilf Si^+fH  Sill04||(|-(Mg,-ea)+i/?^)2  +  iaq 
42.5.  Palagoxite  (iH^  +  f(S^Al)f  Si^  +  wH  SilO^KiHa+f (ft,/3(rtl,Fe)).2  +  aq 


VII.  MARGARODITE  GROUP.     Structure  micaceous.     Contain  aluminum,  and  generally 
alkali  metals. 


426.  Fahlttxtte,  A 

B 

427.  Groppite 

428.  yotgtite 

429.  Margarodite 

430.  Damourite 

431.  Paragoxtte 

432.  euphyllite 

433.  CEllacherite 

434.  cookeite. 


(|(iTI  +  i^f  +  f(Xl,Pe))^Si^ 
(|(iH+iS)H|(Al,^e)fSi^  +  f 
(iaH+|Sf  +  i^l)^Si^+H 
(iS^+i(&,3Pe)f  Si^  +  3H 

a  (|  H  +  iKm(^l,3Fe)^Si^ 
(i(iH+|Xa)^  +  f  Al)^Si^ 
a]fe-'+f^l)^Si»+^H 


SiilO^IKI  (H„  ft)+f /?(^l,  Fe)). 
H  Siie^id  (H„R)  + 1  /?(rtl,  ¥e)h  + 1  aq 
Si||04l|(i(n2,ft)  +  i/?:^l)2+iaq 
Si||04l|aR  +  i/?(Al,Fe))2+aq 
Silie^lKKHs,  K,)  +  i^{M,¥e)), 

Si||04|I(ilH2,Na2)  +  f/?Al)2 
Silie^lia  (K2,  Na^)  +  f /?A1)2  +  ^  aq 


YIII.  HISIXGERITE  group.    Consist  largely  of  iron,  or  iron  and  manganese. 

435.  HisiXGERiTE  (^H=*+f  Pe)''Si^  +  4H  Si[|e4|I(i(Ho,  R)+|-/?Fe)2  +  |aq 

436.  Ekmaxxite  (^H^+^(Fe,Mnf)'^Si^  +  H:  Si||e4l|(tH2+f  (Fe,  Mn)),  +  ^aq 

437.  Neotocite  (iH^  +  f(Mn^Mg^3Pe)rgiH3H  Sil|e4i(^H2  +  |(Mn,Mg,/?Fe).2  +  taq 
4S8.  Stubelite 

439.  GiLLiNGiTE  (R',  Pef  Si'+ 6  fi  Si|ie4|I(R,  /?Fe)o  +  2  aq 

440.  JOLLTTE  aS^  +  |-Al)'^gi3  +  4H:  Si||e4l|(i(Fe,Mg)  +  i/?Al)2+taq 


Appendix.— 4A\.  Efichlortte.    442.  Polthydrite.    443.  Lillite. 


gi 

H 

msi  H 

gi 

m  gi 

Serpentine 

3 

4 

2 

3    4    2  (1) 

Pinite 

1 

8 

12 

3 

3  4 

1(1) 

Deweylite 

2 

3 

3 

2  3  sa) 

Cataspilite 

3 

5 

8 

1 

4  4 

i 

Cerolite 

2 

4 

3 

2    4    3  (i) 

Biliarite 

2 

1 

3 

3  3 

Hydrophite 

2 

3 

3 

2    3    3  (i) 

Palagonite 

1 

2 

4 

n 

3  4 

Genthite 

2 

3 

3 

2    3    3  (i) 

Fahlunite,  A 

1 

3 

5 

1 

4  5 

1(1) 

Pholerite 

3 

3 

2 

3    3  2 

B 

1 

3 

5 

2 

4  5 

2(i) 

Kaolinite 

3 

4 

2 

3    4    2  (i) 

Yoigtite 

1 

1 

2 

1 

2  2 

1 

Halloysite 

3 

4 

3 

3    4    3  (i) 

Groppite 

2 

3 

6 

2 

5  6 

2 

29 
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oxygi:n  compounds. 


Margarodite 

Damourite 

Paragoiiite 

Euphyllite 

(Ellacherite 

Ccokeite 


R   R  Si  fi 

16    9  2 

1    9  12  2 

1    9  12  2 

18    9  2 

14    6  1 


Si  It 

7    9  2(1) 

10  12  2  (\) 

10  12  2  (I) 

9    9  2 

5    6  1  (I) 


Hisingerite 

Ekmannite 

Neotocite 

Gilliugite 

Jollyte 


It  ^  Si  fl 
4         6  3 

12    3  2 


RSgi  fi 

2  3  3  (i) 
2  3 

2    3  2i(|) 

1    1  1 

1    1  i 


HI.  SUBSILICATES. 

The  species  here  arranged  as  Subsilicate?  seem  to  blend  indefinitely  with  the  Unisilicates. 
The  common  chlorites  have  atomicallj  three- fourths,  two-thirds,  or  less,  of  silica  than  bases,  and 
are  manifestly  subsilicate  in  ratio.  But  they  graduate  into  the  pyrosclerites,  which  are  true 
Unisilicates,  if  the  water  is  not  partly  basic,  and  thus  pass  into  the  margarodites  above.  Yet  the 
pyrosclerites  have  so  much  resemblance  to  the  chlorites  that  they  seem  to  belong  to  the  same 
natural  group. 

Under  the  uncertainty  with  regard  to  the  amount  of  basic  water,  the  species  are  enumerated  in 
the  following  table  with  their  oxj^gen  ratios,  and  with  the  constituents  uuarrauged  into  formulas. 

It  is.  however,  interesting  to  observe  that  the  species  of  pyrosclerites  and  chlorites  may  all 
have  the  formula  of  a  two-thirds  silicate  if  aU  or  part  of  the  water  be  made  basic ;  and  if  the 
ratio  3  :  2  be  the  right  one  for  this  first  section  of  the  Subsilicates,  the  Subsilicates  will  then 
have  the  ratio  3  :  2  for  the  first  or  Chlorite  group,  2  :  1  for  the  second  or  Chloritoid,  and  3  :  1 
for  the  Seybertite  group.    In  a  second  table  below,  the  formulas  are  written  on  this  scheme. 


I.  CHLORITE  GROUP.    0.  ratio  for  bases  and  sihca,  water  excluded,  1  :  1  to  3  :  2. 


R 

R 

Si  H 

fiR  Si 

H 

445.  Pyroscleeite 

4 

2 

6  3 

1 

1 

id) 

2(|Mg«+i^l),3Si,3fl 

446.  Choxicrite 

3 

2 

5  2i 

1 

1 

id) 

2(HMg,Oa)^  +  l^l),:^Si,3H 

447.  Jefferisite 

2 

3 

5  2i 

1 

1 

i(i) 

2(|Mg3+|(Al,lFe)),3Si,3H 

448.  Penxixite 

4 

2 

4i  3 

4 

3 

2(i 

8(|^'lg'  +  iAl),9Si,  12  H 

449.  Delessite 

450.  RiPIDOLITE 

5 

3 

6  4 

4 

3 

2(1) 

8(f]\V+|(Xl,  ^e)),  9 Si,  12:1 

451.  Leuchtexbergite 

3 

5  H 

3 

2 

H 

(f  Mg-^+l^l)>Si.  l^H 

452.  Prochlorite 

4 

3 

4|  3^ 

3 

2 

1* 

3(niMg'+i3Pe;+^^l),  §1,1. 

453.  Grexgesite 

454.  APHROSroERTTE 

455.  Metachlorite 

450.  Cronstedtite 

3 

o 

4  3 

3 

2 

H 

3(i(Fe,Mn)^  +  i3Pe),  §i,Hfi 

II.  CHLORITOID  GROUP. 

0.  ratio  for  bases  and  silica, 

2  :  1,  or  nearly. 

457.  CORCXDOPHILITE 

1 

1 

1  f 

2 

1 

4  (i  (f  Mg  +  i  Fey  +  i  Xl),  3  SL 

458.  Chloritoid 

1 

3 

2  1 

2 

1 

i 

4  (i  Fe='-f-f  .•  1),  ::  Si,  3  ^ 

459.  Margarite 

1 

6 

4  1 

7 

4 

1(f) 

7(1  Ca^+f  Xl),  6Si,  3H 

460.  Thurixgite 

2 

3 

3  2 

5 

3 

2(i) 

10(|Pe^+|(^l,  3Pe)),9gi,12fi 

in.  SETBERTITE  GROUP. 
461.  Seybertite  6    9  5 


0.  ratio  for  bases  and  sihca,  3  :  1  (to  4  :  1  ?). 

i  3    1    f„  2(|(Mg,0a)^+|^l),Si,^a 
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Formulas  of  tlie  Siibsilicates  based  on  the  ratios  3  :  2,  2  :  1,  3  :  1. 

CHLORITE  GROUP.    0.  ratio  for  bases  and  silica  3  :  2. 

Pyrosclerite  (HH,Mg)'  +  |^l)Si  (H2,  Mg)+|,/?  Alja  0 10^1  Si 

Choxicritk  (H (H,  Mg,  Ca)^ + ^1)  Si  (H (H^,  Mg,  ea)  +                ||e,||  Si 

Jefferisite  U%  {%  Mg)^  + A^l)  Si+iH  (-^(H„  Mg)  +  -h- /3  ADs  O  ||ej  Si+^aq 

Penxinite  m  (H,  Mg)^+-A-      Si  +  fi  m  (H2,  Mg)  +  ^  0  Al),  O  [jO,!  Si  +  aq 

RiPiDOLiTE  (f  (K,  Mg)^  +  i(Al,  Pe))  Si+£[  (f  (H^,  Mg)  + Fe))3  O  |ie..||  Si  +  aq 

Leuchtenbergite   (|Mg^+|^l)gi+liH  (fMg+|/?^l)3  O  ||e,||  Si  +  ^aq 

Prociilorite  (i  (Mg,  Fe)^+  f  ^1)  Si  +  li  EC  (4-  (Mg,  ¥e)  +  }0  Al)3  O  ||e,i;  Si  + 1  aq 

Cronstedtite  (i  (Fe,  Mn)^+i  ^e)  Si+  li  H  (i  (Fe,  Mn)+ i   Fejg  O  ie,|  Si+ f  aq 

CHLORITOID  GROUP.    0.  ratio  for  bases  and  silica  2  :  1. 

CoRUXDOPHiLiTE  (i  ( Mg,  Fc)^  +  i  ^1)*  Si'-'+  5TL  (i  (Mg,  Fe)  +  i  /?  Al)^  O2  fO^S  Si  +  f  aq 

CHLORITOID  (iFe^  +  f  Air§i^  +  3H  (iFe  + 1,5.^1)4  02  11041!  Si  +  aq 

Margaritb  a  (H,  Ca)^  +  f  ±\Y  §i'  (i  (H2,  -ea)+f  /i  1^1)4  O2 1041  Si 

TuuRixGiTB  (i  (H,  Fe)^  +  i  (^1,  Fe))^  81=*  4  '1 II  (i  (H2,  Fe)  +  i  /?  {M,  ¥e)),  O2  HO*!  Si  +  §  aq 

SEYBERTITE  GROUP.    0.  ratio  for  bases  and  silica  3  :  1. 
Setbertite  (I  (Mg,  Ca)^+  f  Alf  gi+i  H  (|  (Mg,  ea)+ifS  Al)^  04  De4ll  Si  +  i  aq 

APPENDIX  TO  HYDROUS  SILICATES. 

462.  WoLCHONSKOiTE  SI,  €t,  3Pe,  H  467.  Chloroph^tte  Si,  3Fe,  fl! 

463.  Selwynite  Si,  ^1,  €r,  Mg,  H  468.  Klipsteintte  Si.  Mn,  fi 
4H4.  Cimo:*rE  Ochre  Si,  €r,  'M,  l^e,  469.  Chamoistte  Si,  'M,  Ve,  Fe, 
46.5.  MiLOSCHiTE  (3tl,€r)Si+3fi  470.  Alytte 

466.  PiMELiTE  Si,      Ni,  H  470 A.  Piceofluitv  Si,  Mg,  Ca,  F,  H 


I.  BTSILICATES. 

399.  TALC.    MayviiTig  Thwphr.    Magnetis,  Germ.  Talck,  Glimmer,  Agric,  Foss.,  254, 

Interpr.,  466,  1546.  Talk,  Greta  Brianzonia,  C.  Hispanica,  C.  Sartoria,  Telgsten= Lapis  Ollaris, 
Wall,  Min.,  133,  134,  1747.  Talcum,  Talgsten,  Specksten,  Steatites,  Cronst,  Min.,  89,  75, 
1758.  Talc,  Soapstone,  Steatite,  Potstone.  Craie  de  Briancon,  etc.  Fr.  Pyrallolite  pt. 
Nordensk.,  Schw.  J.,  xxxi.  389,  1S20.    Rensselaeritc  Emmons,  Rep.  G.  af  N".  T.,  1837,  l-">2. 

Ortliorliombic.  I h  1=120''.  Occurs  rarely  in  hexagonal  prisms  and 
plates.    Cleavage  :  basal,  eminent.   Foliated  massive  ;  sometimes  in  globii- 
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lar  and  stellated  groups ;  also  granular  massive,  coarse  or  fine  ;  also  com- 
])act  or  cryptocrvstalline. 

H.=l  —  1'5.  G.=2*565  — 2'8.  Lustre  pearly.  Color  apple-green  to 
Avliite,  or  silvery- white ;  also  greenish-gray  and  dark  green ;  sometimes 
bright  green  perpendicular  to  cleavage  surface,  and  brown  and  less  trans- 
lucent at  right  angles  to  this  direction ;  brownish  to  blackish-green  and 
reddish  when  impure.  Streak  usually  white ;  of  dark  green  varieties, 
lighter  than  the  color.  Subtransparent — subtranslucent.  Sectile  in  a 
high  degree.  Thin  laminae  flexible,  but  not  elastic.  Feel  greasy.  Optic- 
axial  plane  i-l ;  bisectrix  negative,  normal  to  the  base  ;  Descl. 


Var.— 1,  Foliated,  Talc.  CoEsists  of  folia,  usually  easily  separated,  having  a  greasy  feel,  and 
presenting  ordinarily  light  green,  greenish-white,  and  white  colors.    Gr.=:2"55  — 2*78. 

2.  Massive,  Steatite  or  Soapstone  (Speckstein  Germ.),    (a)  Coarse  granular,  gray,  grayish-green, 
and  brownish-gray  in  colors;  H.  =  l  — 2'5.    Pot-stone  or  Lapis  ollaris  (Topfstein)  is  ordinary  scar>- 
stone,  more  or  less  impure,    (b)  Fine  granular  or  cryptocrystalline,  and  soft  enough  to  be  u*^ 
chalk:  as  the  French  chalk  {Craie  de  Brianron),  which  is  milk-white,  with  a  pearly  h 
Eensseloerite,  cryptocrystalline,  or  wax-like  in  composition,  but  often  having  the  form  and  ck 
of  sahlite  or  pyroxene,  and  evidently  pseudomorphous ;  colors  whitish,  yellowish,  grayish,  gret> 
isli-white  to  very  dark,  and  sometimes  pearl-white;  H.=:3— 4:  G.  =  2-874,  Beck;  2"T57,  fr.  Grtu- 
vihe,  2-644,  fr.  Charleston  Lake,  in  Canada,  Hunt;  usually  translucent  in  pieces  a  fourth  of  an 
inch  thick.     Some  agalmatolite  is  here  included,     (c?)  Indurated  talc.     An  impure  slaty  talc, 
harder  than  ordinary  talc.    Talcose  slate  is  a  dark,  slaty,  argillaceous  rock,  having  a  son^ewhat 
greasy  feel,  which  it  owes  to  the  presence  of  more  or  less  talc. 

Pyrallolite  is  partly  pseudomorphous  steatite,  after  pyroxene,  like  rensselaerite.  It  varies  ex- 
ceedingly in  composition,  as  shown  by  Arppe  pnd  others,  and  as  recognized  by  A.  E.  Norden- 
skiokl  in  his  Finland  ^lineralogy,  the  silica  ranging  from  49  to  76  p.  c.  It  includes  pyroxene, 
therefore,  in  various  stages  of  steatitic  alteration.  Three  analyses  are  given  beyond  (Nos.  :-}7-39), 
and  otliers  on  p.  221,  under  pyroxene.  Anal.  40  is  of  the  same  material  from  Finland,  referred 
by  Seheerer  to  his  p//A-amnrfrfe,  The  true  pitkarandite  is  similar,  but  afforded  12-71  p.  c.  of  Fe, 
and  9-17  Ca  (see  anal ,  p.  221 ). 

Ccmp.— 0.  ratio  for  Mg,  Si=l  :  2|,  with  a  varying  amount  of  water  in  both  talc  and  steatite, 
from  a  fraction  of  a  per  cent,  to  7  p.  c.  In  some,  the  ratio  for  Mg,  Si,  H=l  :  2|  :  ^,  correspond- 
iiig  to  the  formula,  the  water  being  basic,  (^^  Mg+j  H)  Si  =  Silica  H-i-8,  magnesia  So-S,  water  3'7 
=  1(»U.  In  the  larger  part  about  1  :  2| :  *  =  (i  Mg+i  H)  Si+ f\:  H  — Silica  62-0,  magnesia  SS'l, 
water  4*9-— lU".  The  formula  is  commonly  written  Mg^  Si^-f  2  II.  The  water  is  driven  off  only 
at  a  high  temperature,  and  in  some  analyses  that  have  beCn  made  it  has,  on  this  account,  not 
been  detected. 

Anal.  33-  6,  by  Lychnell,  Kersten,  Genth,  and  Senft,  afford  nearly  the  formula  Mg-  Sil  It  may 
be  that  free  silica  (quartz j  is  sometimes  present,  and  that  thence  comes  an  occasional  excess  of 
this  ingredient. 

Analyses:  1,  Marignac  (Bibl.  Univ.,  1844);  2,  Klaproth  (Beitr..  v.  r,0);  3,  J.  Schneider  (J.  pr. 
Ch.,  xliii.  316);  4,  Hermann  (J.  pr.  Ch.,  xlvi.  231);  5,  6,  v.  Kobell  (Kastn.  Arch.  Nat.,  xii.  29); 
7.  Beck  (Min.  K  Y.,  297);  8,  Delesse  (Rev.  Scientif,  etc.);  9,  Wackeuroder  (J.  pr.  Ch.,  xxii.  8)'; 
]().  Delesse  (1.  c.) ;  11,  T.  S.  Hunt  ^Rep.  G.  Can..  1857,  454,'  and  18e;3,  47u);  12-22,  Seheerer  and 
Richter  (Pogg.,  Ixxxiv.  321);  28-25,  T.  S.  Hunt  (1.  c,  469,  470);  26,  Brandes  (Jahresb.,  iv.  156); 
27,  Seheerer  (1.  c);  28,  T.  S.  Hunt  (1.  c);  29,  Seheerer  (1.  c);  3(»,  Tengstrom  (Jahresb.,  iv.  156) 
ol-33.  Lychnell  (Pogg.,  xxxviii.  147);  34,  Kersten  (J.  pr,  Ch.,  xxxvii.  164);  35,  Genth  (Am.  J 
Sci.,  IL  xxxiii.  2f)0);  86,  Senft  (ZS.  G.,  xiv.  167);  37,  Nordenskiold  (Schw.  J.,  xxxi.  389);  38,  39 
Arppe  (Finsk.  Min.,  43,  44,  Act.  Soc.  Sci.  Fenn.,  1857);  40,  Seheerer  (Pogg.,  xciii.  lL'3): 


Si 

^1 

Fe 

Mg 

1. 

Chamouni,  Fol.  talc 

62-58 

1-98 

35-40 

2. 

St.  Gothard,  " 
China,  Agalrnat. 

62  00 

2-25 

30-50 

3. 

63-29 

0-53 

2-27 

31-92 

4. 

Slatoust,  Talc 

69-21 

2-26 

34-42 

5. 

Katharinenb.,  " 

62-80 

0-60 

1-10 

31-9i 

6. 

Greiner,  " 

62-80 

1-00 

1-60 

32-40 

7. 

Canton,  N.  Y.,  Renss. 

59  75 

3-40 

32-90 

8. 

Zillerthal,  Talc 

63-00 

tr. 

33-60 

0-04=100  Marignac. 

0-50,  K  2-75=98-00  Kyiproth. 

0-  78,  Mn  0-23  =  99-02  Schneider. 

1-  00  =  99-39  Hermann. 

1-  92  =  98-84  Kobell. 

2-  30=100  10  Kobell. 

2-  85,  Ca  1-00=99-90  Beck. 

3-  40  =  100  Delesse. 
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'V 1 

Al 

Jt  e 

Mg 

China.  Agalmat. 

61-97 



0-67 

33-03 

lu. 

R.  Island,  Talc 

61-75 



1-70 

31-68 

11. 

I'ottou,  Can.,  Steatite 

.59-50 

0-40 

4-50 

29-15 

1-2. 

Tyrol,  Talc 

62-38 



1-42 

31-19 

IS. 

GrloggnitZj  indur^d 

62-47 

0-13 

0-47 

32-08 

14. 

Wuusiedel,  Pseud. 

62-35 



1-34 

31-32 

15. 

62-07 

0-39 

1-69 

31  13 

16. 

Fenestrelles,  " 
China,  Agalmat. 

62-29 

0-15 

1-22 

31-55 

IT. 

62-30 

006 

1-62 

31  32 

18. 

Piedmont 

61-96 



1-47 

31-02 

19. 

>t.  Gothard,  Talc 

60-85 

1-71 

0-O9 

32-08 

20. 

Wunsiedel,  Steatite 

62-03 



1-SS 

31  44 

21. 

Parma,  " 

62-18 

tr 

30-46 

22. 

Ruraas,  Talc 

61-98 

0-04 

1-59 

30-41 

•J  3. 

Elzivir,  Can.,  Steatite 

59-10 



o'O  1 

29-O0 

24. 

Canton.  X.  Y.,  Bems. 

61-10 



1-62 

31  63 

25. 

GreuviUe, 

61-60 



1-53 

3I-06 

26. 

Baireutli,  Steatite 

60-12 



3-02 

30- 15 

27. 

Zoblitz,  " 

60-31 

0-79 

2-11 

29-94 

28. 

Charleston  L.,  Be/iss. 

61-90 



1-45 

30-42 

29. 

Pressnitz,  Talc 

58-46 

0-09 

1-09 

32  83 

30. 

Abo,  Steatite 

63-95 

0-78 

28-25 

31. 

Mt  Cauneo'ou,  Pjr.,  Steatite  66-70 

2-41 

30-23 

32. 

Scotland,  " 

64-.!.  3 

6-85 

27-70 

33. 

Sala,  " 
Voio-tsberg,  " 

63-13 

2-27 

34:s0 

34. 

66  02 

0-81 

31-94 

35. 

^'ebster,  X.  C,  Fol.  talc 

64-44 

0-48 

1  39 

33-19 

;-.6. 

Kittelsthal,  Steatite 

66-94 

1-05 

29-65 

37. 

Finland,  Pyrall. 

U  .1 

56-62 

3-38 

0-89 

23  38 

38. 

57-49 

1-11 

1-26 

3O-05 

39. 

6H-87 

0-34 

2-18 

23-19 

40. 

"  Fitkarand. 

60-06 

5-67 

1-68 

27-13 

II 

3-  48  =  99-15  Wackenroder. 
3  83  =  98-96  Delesse. 

4-  40,  Xi  ^r.  =  97-95  Hunt. 
4-73,  Ni  0-20  =  99-92  Scheerer. 
4-78  =  99-93  l^cheerer. 

4-78  =  99-79  Scheerer. 
483  =  100-11  Scheerer. 
4-b3  =  100-04  Scheerer. 
4-89  =  100-19  Scheerer. 
4-92  =  99-37  Scheerer. 
4- 95  =  99-68  Sclieerer. 
4-96  =  10  1-31  Richter. 

4-  97  =  100-14  Richter. 
5  (14=99-06  Scheerer. 

5-  56  =  97-32''  Hunt. 
5-60=100-05  Hunt. 
5-60  =  99  79  Hunt. 

5  63  =  98-92  Braudes. 

5-  87,  Xi  o-3n,  Fe  0-45  =  99-77  Scheerer 

6-  54=luG-3l  Hunt. 

6-56,  Ca  0-61  =  99  64  Scheerer. 

6-  65,  Fe  0-6=100-23  TengstrOm. 
 =99-34  LvchnelL 

 =99-08  LvchueU. 

 =99-70  LychneU 

0-20.  Xa  (K  tr.)  o  75  =  99  72  Kersten. 

0-  34,  Xi  U  23  =  100-07  Genth. 

1-  6o  =  99  24  Senft. 

3-  58,  Ca  -5  5-.  Mn  0-99,  bit.  loss  6  38  X 

7-  su,  Mu  (i-6y,  Ca  2  90  =  100-8o  Arppe. 
7-32,  Ca  3  74  =  100-64  Arppe. 

4-  62,  Fe  0-67=9y83  Scheerer. 


Aftt-r  separating  about  2-5  p.  c.  of  carbonates  of  lime  and  magnes 


In  anal.  3,  G.  =  2  763;  9.  G.  =  2-T47;  12.  G.  =  2  69;  13.  G.  =  2-7S;  18,  G.  =  2-79;  22.  G.  =  2-7S; 
33.  G.  =  2-T9.'):  3.6.  G.  =  2-682,    For  other  analyses  see  Sclieerer,  Pogg.,  Ixxxiv.  34o-36i). 
Stromeyer  found  U-4  Xi  in  the  talc  of  Roraas,  and  0-43  Xi  in  that  of  Sell 

The  steatite  from  Gopfersgrriu.  in  which  Klaproth  found  but  59-5  per  cent,  of  silica,  along  with 
Me  3u-5.  Fe  2-3,  H  5-5  (^Beitr..  ii.  lT7j,  is  ^vhalhasheen  caWedhydrosttaf ite.  An  impure,  leek -green, 
indurated  talc,  from  Bristol.  Ct.,  afforded  H.  H.  Lummis  (Am.  J.  Sci.,  II.  xxxi.  368)  Si  64  00,  Fe  4-7  5, 
Mg  27-47.  Ii  4-:. 0  =  98-52.  The  FenestreUes  (Piedmont)  pseudomorph  had  tht  cleavage  of  horn- 
blende; of  those  of  Wunsiedel  (from  Gopfersgriin),  Xo.  15  -^^as  a  pseudomorph  after  quartz,  and 
14  after  dolomite. 

Pyr.,  etc. — In  the  closed  tube  B.B.,  when  intensely  ignited,  most  varieties  yiekl  water.  In 
the  platinum  forceps  wliitens,  exfoliates,  and  fuses  with  difticulty  on  the  thin  edges  to  a  white 
euameL  Moistened  with  cobalt  solution,  assumes  on  ignition  a  pale  red  color.  Xot  decomposed 
by  acids.    Rensselaerite  is  decomposed  by  concentrated  sulphuric  acid. 

Obs. — Talc  or  steatite  is  a  very  common  mineral,  and  in  the  latter  form  constitutes  extensive 
beds  in  some  regions.  It  is  often  associated  with  serpentine,  talcose  or  chloritic  schist,  and  dolo- 
mite, and  frequently  contains  crystals  of  dolomite,  breunnerite,  asbestus,  aetinolite,  tourmaline, 
magnetite. 

Steatite  is  the  material  of  many  psetidomorphs,  among  which  the  most  common  are  tliose  after 
pyroxene,  hornblende,  mica,  scapolite,  and  spineL  The  magnesian  minerals  are  tliose  which  eom- 
monly  afford  steatite  by  alteration ;  while  those  like  scapohte  and  nephelite,  which  contain 
soda  and  no  tnagnesia,  most  frequently  change  to  pinite-like  pseudomorphs.  There  are  also 
steatitic  pseudomorphs  after  quartz,  dolomite,  topaz,  chiastolite,  staurolite,  cyauite,  garnet, 
idocrase,  chrysolite,  gehlenite. 

Hunt  has  shown  that  talc  (or  steatite)  is  a  rare  mineral  in  Azoic  or  preesilurian  crystalline  rocks. 
The  occurrence  of  renseUaerite  in  these  rocks  in  northern  Xew  York  is  no  exception,  any  more 
than  pyraUoUte  in  those  of  Finland,  these  being  products  of  subsequent  alteration  or  metamor- 
phism. 

Apple-green  talc  occurs  in  the  Greiner  mountain  in  Saltzburg ;  in  the  Yalais,  and  other  places 
above  mentioned;  also  in  Cornwall,  near  Lizard  Point,  with  serpentine;  ui  Scotland,  with,  ser- 
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pentine,  at  Portsoy  and  elsewhere;  on  Unst,  one  of  the  Shetland  islands  ;  at  Croky  Head,  Dung 
low.  Ireland ;  etc. 

In  N.  America,  foliated  talc  occurs  in  Maine,  at  Dexter.  In  Vermont,  at  Bridge  water,  handscma 
green  talc,  with  dolomite ;  at  Athens  or  Grafton,  T\'estfield,  Marlboro,  Newfane.  In  Xeiv  Hamp- 
shire, at  Francestown,  Pelham,  Orford,  Keene,  and  Richmond.  In  Mass.,  at  Middlefield,  Windsor, 
Blanford,  Andover,  a  ad  Chester.  In  B.  Island,  at  Smithfield,  delicate  green,  and  white  in  a  crys- 
talline limestone.  In  X.  York,  near  Amity ;  on  Staten  Island,  near  the  quarantine,  common  and 
indurated ;  four  miles  distant,  in  detached  masses  made  up  of  folia,  snow-white.  In  N.  Jersey,  at 
Lockwood,  Xewton,  and  Sparta,  In  Fenn.,  at  Texas,  Nottingham,  Unionville  ;  in  South  Mountain, 
ten  miles  south  of  Carlisle  ;  at  Chestnut  Hill,  on  the  Schuylkill,  talc  and  also  soapstone,  the  latter 
quarried  extensively.  In  Maryland,  at  Cooptown,  of  green,  blue,  and  rose  colors.  In  N.  Car.,  at 
Webster,  Jackson  Co.,  a  variety  supposed  by  Genth  to  be  altered  chrysohte.  In  Canada,  at 
Potton.  ^\\t\i  steatite,  in  metamorphic  Silurian ;  in  the  township  of  Elzivir,  an  impure  grayish  var. 
in  Azoic  rocks. 

The  so-caUed  rensselaerite  occurs  in  northern  New  York,  in  the  towns  of  Antwerp  (with  the 
form  of  pyroxene),  Fowler,  Dekalb,  Edwards  (at  the  iron  mine,  a  white  variet}',  from  which  ink- 
stands have  been  made),  Hussel,  Gouverneur,  Canton  (in  small  crystals),  Hermon  (in  large  masses, 
crystalline  massive);  and  in  Canada,  at  Grenville,  Charleston  Lake,  near  Brockville,  Rawdon.  and 
Ramsay.  It  is  often  associated  with  crystalllue  limestone,  and  graduates  at  times  imperceptibly 
into  serpentine ;  its  rock-masses  are  irregular,  and  are  seldom  continuous  for  more  than  three  or 
four  hundred  yards. 

Slabs  of  steatite  are  extensively  employed  as  fire  stones  in  furnaces  and  stoves.  It  may  be 
turned  in  a  lathe,  or  formed  into  tubes  by  boring.  The  fine-grained  varieties  (including  the 
rensselaerite)  are  sometimes  carved  into  ornaments,  etc.  When  ground,  it  is  used  for  diminishing 
friction.  It  is  also  employed  in  the  manufacture  of  some  kinds  of  porcelain.  Venetian  talc  is 
used  for  removing  oil  stains  from  wooUen  cloth,  etc, 

A  white  steatite  of  a  silvery -pearly  lustre  was  the  Magnetis  of  Theophrastus — a  stone,  accord- 
ing to  this  author,  of  silvery  lustre,  occurripg  in  large  masses,  and  easily  cut  or  wrought.  The 
word  is  the  origin  of  the  modern  magnesia.  Agricola,  in  his  "  Interpretatio  Rerum  MetalUcarum  " 
appended  to  his  works  (154:6),  gives  as  a  German  synonym  of  Magnetis,  Talck;  and  he  adds,  as 
other  syuon\-ms,  Silberiueiss  and  Katzensilber,  and  also  Glimmer,  the  German  now  for  mica,  evi- 
dently confounding  the  two  minerals.  He  mentions  its  resistance  to  fire,  and  speaks  of  it  as 
lapis  scissilis. 

Other  later  writers  derive  the  word  iaic  from  the  Arabic  talk;  and  Aldrovandus  (1648)  states 
that  it  is  of  Moorisli  introduction,  adding,  "  Hoc  nomen  apud  Mauritauos  stellam  sig-nificare  dici- 
tur,"  Stella  Tfeme  — Star  of  the  Earth — being  one  old  name  of  the  mineral,  given  it  because  "Hke 
a  star  and  with  silvery  lustre  it  shines."  Caesius  ("  De  Mineralibus,"  1GH6)  writes  the  word  in 
Latin,  Talclius,  but  most  other  writers  of  that  century,  Talcum. 

The  word  sieatitis  occurs  in  Pliny  as  the  name  of  a  stone  resembling  fat ;  but  no  further  descrip- 
tion is  given  that  can  with  certainty  identify  it. 

Rensselaerite  was  named  after  Stephen  Van  Rensselaer,  of  Albany,  N.  Y. 

4' 10 A.  Talcoid  Naumann  (Mm.,  5th  edit.,  255,  1859)  is  a  snow-white,  broadly-foliated  talc  of 
Pressnitz,  described  by  Scheerer  as  neutraler  kieselsaurer  Hydro-talc  (Pogg,,  Ixxxiv.  385) ;  G.='2'48, 
Analyses  by  Scheerer  and  Richter : 

Si  ^1         Mg         Fe  H 

1.  Pressnitz  67-81    26-27       1-17       4-1 3 =99-38  Scheerer. 

2..     "  67-95       0-24       25-54       I'oQ       4-14=99-46  Richter. 

The  oxygen  ratio  nearly  3:10:1,  It  may  be  only  common  talc  with  disseminatod  qup.rtz. 
For  another  analysis  of  Pressnitz  talc,  see  No.  29,  above.  The  Kittelsthal  (Thuringi;>-)  steatite 
(Speckstein,  anal.  36,  p.  453)  is  similar,  except  in  the  less  water. 

400.  PYROPHYLUTE.  PyrophylUt  Herm.,  Pogg.,  xv  592,  1829.   Pyrauxit  Breiih  ,  Ilandb., 
397,  1841.  ■  Agahnatolite  or  Pagodite  pt. 

Ortliorlioinbic.  JN'ot  observed  in  distinct  crystals.  Cleavage;  basal 
eminent.  Foliated,  radiated  lamellar;  also  granular,  to  compact  or  cryp- 
tocrystalline  ;  the  latter  sometimes  slaty. 

n.  =  l  — 2.  G.=:2-75  — 2-92.  Lustre  of  folia  pearly,  like  that  of  talc  ; 
of  massive  kinds  dull  or  glistening.    Color  white,  apple-green,  grayish  and 


HTDEOTJS  SILICATES,  MAEGAEOPHYLLITE  SECTION. 


455 


brownisli-green,  yellowish  to  oclire-jellow,  grajish-wliite.  Siibstraiis parent 
to  opaque.  Lamiu^B  flexible,  not  elastic.  Feel  greasy.  Optic-axial  angle 
large  (about  108°) ;  bisectrix  negative,  normal  to  the  cleavage-plane. 

Var. — (1)  Foliated,  and  often  radiated,  closely  resembling  talc  in  color,  feel,  lustre,  and  struc- 
ture ;  G-.  =  2-785,  Berlin.  (2)  Compact  massive,  white,  grayish,  and  greenish,  somewhat  resem- 
bling  compact  steatite,  or  French  chalk;  G.z=2-81  — 2-y2,  Brush;  H.  =  1-5  —  3.  Tliis  compact 
variety,  as  Brush  has  shown,  inchides  part  of  what  has  gone  under  the  name  of  agahiiatolite, 
from  China  ;  it  is  used  for  slate-pencils,  and  is  sometimes  called  pencil-stone. 

Comp.— 0.  ratio  for  A\,  Si,  H,  mostly,  1  :  2^  :  ^.  as  for  much  talc,  if  three-fourths  of  the 
water  be  basic,  giving  the  formula  ('  11^+^  Al)  Si^-f-f  H=nSilica  65-0,  alumina  29*8,  water  5*2  = 
100.    The  formula  usually  written       'si'+2  H  =  AP  Si"+4  H. 

^\jial.  1  and  2  give  nearly  the  formula  ^1  Si^  + If = Silica  59-9,  alumina  34  2,  water  5*9  =  100; 
and  if  the  specimens  were  not  impure,  they  indicate  that  two  species  are  here  combined.  The 
&Y>ccies  pi/ro2JhyUiie  was  established  on  the  first  of  tliese  two  analyses. 

Analvses:  1,  Hermann  (Pogg.,  xv.  592);  2,  Igelstri.m  (B.  H.  Ztg.,  xxv.  ^^08);  3,  Rammels- 
berg  (Poa-g.,  Ixviii.  513);  4,  5.  SjOgren  (CEfv.  Ak  ^tockh.,  1848,  110);  6-8,  Walmstedt  (CEfv.  Ak. 
Stockh.,  1848,  111);  9,  Brush  (Am.  J.  Scl,  II.  xxvi.  68);  10,  S.  T.  Tyson,  1  1.  0.  D.  Allen  (Am. 
J.  Sci..  II.  xxxiv.  219);  12,  13,  Genth  (Am.  J.  ScL,  II.  xviii.  410);  14,  J.  L.  Smith  (Am.  J.  Sci., 
II.  xliii.  68 )  • 


Fe 
1-80 
0-77 


Si  Al 

Siberia  59-19  29-46 

Horrsjoberg,  Sw.         59-86  33-44 

Spaa  66-14  25-87  

Westana,  Sw.             67-77  25-17  0-^2 

"                t^5-61  26-09  0-70 

China,  Pagodite            65-96  28  58  0-09 

"                 66-38  27-95  0*06 

"           "                 65-65  28-79  0-28 
"           "                 65-95  28-97 
Deep  River,  N.C.,  mass.  65  93  29*54 

Carbonfcon,     "       *'     66-25  27-91  1-08 

Chesterfield,  S.  C, /oZ.  G4-S 2  28-48  0-96 

"            "          66  01  28-52  0-87 

Arkansas                  65-u2  2o-ll  2-20 


Mg 
4-00 

0-  44 

1-  49 
0-26 
0-09 
0-15 
0-16 

tr. 


0-33 
0-18 


Oa 

tr. 
0-39 

u-t;6 

0-69 
t)-18 
0-18 

0-23 
0-22 


0-55 
0-23 


5-62  =  100-67  Hermann. 

7-46=101-97  Igelstrom. 

5 -59  =  99 -48  Rainmelsberg. 

5-S2,  Mu  0-5U=lUl  Sji>gren, 

7-0:^,  :\Iu  O'('9  =  100-35  Sjogren. 

5-16=100-12  ^Valmstedt. 

5-20  =  99  93  Walmstedt. 

5-1 1  =  1  (JU-_UO  T\'almste'lt. 

5-48.  Xa,  \\  0-25=li.u-b7  Brush. 

5-40  =  100->7  Tvson. 

5-25  =  1011-49  Allen. 

5-25  =  100-39  Genth. 

5-22=101-03  Genth. 

4-98,  Mn  //-.,  Xa,K  1-18  =  99-49  S. 


Pyr.,  etc. — Yields  water.  B.B.  whitens,  and  fuses  with  difficulty  on  the  edges.  The  radi- 
ated varieties  exfoliate  in  fan-like  forms.  swelUug  up  to  many  times  the  original  volume  of  the 
assay.  Heated  with  cobalt  solution  gives  a  deep  blue  color  (alumina).  Partially  decomposed  by 
sulphuric  acid,  and  completely  on  fusion  with  alkaline  carbonates. 

vJbs. — Compact  pyrophyllite  is  the  material  or  base  of  some  schistose  rocks.  The  fohated 
variety  is  often  the  gangue  of  cyanite. 

Pyrophyllite  occurs  in  the  Urals,  between  Pyschminsk  and  Beresof;  at  TVestana,  Sweden;  the 
Horrsj;)berg  in  Elfdalen,  with  cyanite;  near  Ottrez  in  Luxembourg;  in  Brazil  Also  in  white 
stellate  aggregations  in  Cottonslone  Mtu.,  ]\Iecklenburg  Co.,  X.  C. ;  in  Chesterfield  Dist..  S.  C, 
with  lazulite  and  cyanite ;  in  Lincoln  Co.,  Ga.,  on  Graves  3Itu.  ;  in  Arkansas,  at  the  Kellogg 
lead  mine,  near  Little  Rock.  The  compact  kind,  resembling  a  slaty  soap.^tone  in  aspect  and  feel, 
is  found  in  large  beds  at  Deep  River,  X.  C,  greenish  to  yellowish-white  in  color,  with  G.  =  2'91  ; 
similar  at  Carbontou,  Moore  Co.  X.  C.,  having  G.  =  2-82. 

The  compact  pyrophyllite  of  Deep  River,  N.  C,  is  extensively  used  for  making  slate  pencils. 

Thomson,  in  an  analysis  of  his  nacrite  (Rec.  Gen.  Sci.,  iii.  332)  from  ''Brunswick"  (should  have 
been  Unity ],  Maine,  obtained  the  composition  of  a  pyrophyUite.  But  the-  mineral  is  actually  a 
green  mica ;  the  high  silica,  as  he  says,  was  due  to  mixed  quartz. 


401.  PIHLITE.    Pihlit  Sefstrom,  Svanberg,  Ak.  H.  Stockh.,  1839,  155.    Cumatolite  C.  U.  SJiep- 
ard,  private  publication.  May  24,  1867.    Cymatolite  id.,  Correspondence,  Dec.  24,  1867. 

Micaceous.  Sometimes  constituting  long  prisms,  but  only  as  a  pseudo- 
niorph.    Surface  of  plates  sometimes  wavy. 

H.=:1'5.  G.  =  2'7^,  pililite,  Svanberg  ;  2*74,  cymatolite,  Shepard.  Lustre 
pearly,  or  satin-like.   Color  white,  almost  silvery ;  also  yellowish.  Laminaa 
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brittle,  but  separating  into  thin  scales,  wliicli  are  flexible,  somewliat  elastic^ 
and  transparent.    Feel  soft. 

Comp. — (R^,  ^1)  gi^,  from  S^anberg's  analysis,  if  the  water  be  basic ;  from  Burton's,  if  half  of 
the  water  be  basic,  (j(iH  +  -^K)+^3^1)Sil  It  is  closely  related  to  pyrophyllite,  but  is  unlike 
that  species  in  its  appearance  and  its  alkalies.  Analyses:  1,  Svanberg  (L  c.) ;  2,  3,  B.  S.  Burton 
(priv.  contrib.) : 

gi      Al    Fe    Mg   Oa   Na    Li    K  H 

1.  Brattstad  63'H8  2.rl2  3-01  1-52   3-76  2-39,  F  0'84,  Mg  0-58=100-89  Sv. 

2.  Goshen     61-21  28-01      0-43  0-53  0-57  4  54  3-83  =  99-12  Burton, 

3.  "         GTzO  2T'27   undetermined       3"7 3  Burton. 

Prof.  Shepard,  in  an  imperfect  examination  (priv.  contrib.),  obtained  Si  59*4,  3^1  33"91,  Fe  with 
Mn  2-50,  H  l-40  =  97-21. 

Pyr.,  etc. — In  a  closed  tube  yields  water  at  a  high  temperature  (Brush).  B.B.  fuses  at  6,  or 
only  on  the  thinnest  edges;  infusible  (Svanberg).    Scarcely  attacked  by  acids. 

Obs. — From  Brattstad,  near  Sala,  Sweden,  in  granite.  Also  (cymatohte)  from  the  indicohte 
locahty,  Goshen,  Mass.,  and  from  Norwich;  at  both  places  covering  crystals  of  spodumene,  some- 
times at  the  latter  to  a  depth  of  three-fourths  of  an  inch ;  and  also  as  continuations  of  spodumene 
crystals,  the  foliation,  according  to  Shepard,  at  right  angles  to  the  spodumene;  appears  to  be 
a  result  of  the  alteration  of  the  spodumene. 

Named  after  the  Swedish  minmg  director,  Pihl.    Cymatolite  is  from  x-C/za,  wave. 


402.  SEPIOLITE.  Meerschaum  Germ.,  Wern.  Bergm.  J.,  377,  1788.  L'Ecume  de  Mer  Fr. 
Keflfekill  Kirw.,  1.  144,  1794.  Magnesite  pt.  Brongn.,  Min.,  1807;  Magnesite  id.,  1824.  Sepio- 
lith  Glock.,  Syn.,  190,  1847. 

Compact,  with  a  smooth  feel,  and  fine  earthy  texture,  or  clay-like. 

H.=^2  — 2'5.  Impressible  by  the  nail.  In  dry  masses  floats  on  water. 
Color  grayisli-white,  white,  or  Avith  a  faint  yellowish  or  reddish  tinge. 
Opaque. 

Comp. — 0  ratio  for  ]&,  Si,  H=l  :  3  :  1,  corresponding  to  Mg^Si^  +  2H;  or,  if  half  the  water  is 
basic.  1  :  2  :  i=(|-Mg  +  ^H)§i+i  ll=Silica  60-8,  magnesia  27-1,  water  12-1  =  100.  Analyses: 
1,  Lychnell  (Ak.  H.  Stockholm,  1826,  175);  3,  Schultz  (Ramm.  Min.  Ch.,  1000);  2,  4-8,  Scheerer 
&  Richter  (Pogg.,  Ixxxiv.  361);  9,  Damour  (Ann.  Ch.  Phys.,  III.  vii.  316): 


1.  Asia  Minor 

3.  " 

4.  Turkey 
5. 

6.  Greece 

7.  Asia  Minor 
8. 

9.  Morocco 


gi  Mg  H 

60-  87  27-80  11-29,       and  ^1  0-09  =  100-05  Lychnell. 

61-  33  28-28      9-82,  Fe  0-09  =  100-19  Scheerer  &  Richter. 

60-  01  26-78  12-62  =  99-41  Schultz. 

61-  17  28-43     9-83,  Fe  0-06,  C  0-67  =  10O-16  Scheerer. 

61-49  28-13      9-82,  Fe  0-12,  C  0-67,  Ca  0-60  =  10  )-83  Richter. 

61-30  28-39     9-74,  Fe  0-08,  C  0-o6  =  10o-07  Scheerer. 

58-20  27-73      9-64.  Oa  1-53,  C  2-73  =  99-83  Richter. 

60-45  28-19     9-57.  Fe  0-0'.»,  C  1-74,  Xl  0-11=100-15  Scheerer. 

55-00  28-00  10-35,  Fe  1*40,  3cl  120,  Oa  1  01,  K  0-5-2,  sand  1-50=^98-98  Dam. 


19  to  20  per  cent,  of  water  were  found  by  Berthier  in  meerschaum  from  Madrid  and  Coulom- 
miers  (Ann.  d.  M.,  vii.  313);  and  by  von  KobeU  in  that  of  Greece  (J.  pr.  Cli.,  xxviii.  482);  as 
follows : 

1.  Spain 

2.  Coulommiers 

3.  Greece 

Dobereiner  also  found  two  atoms  of  water  (instead  of  1)  in  the  meerschaum  of  Asia  Minor. 
Klaproth  (Beitr.,  ii.  172)  found  in  the  same  5  per  cent,  of  carbonic  acid,  which  proceeded  from 
intermixed  carbonate  of  magnesia. 

A  related  mineral,  found  in  the  serpentine  of  Zoblitz,  a  httle  translucent,  white  or  yellowisli, 
with  H.  =  2-335,  afforded  Delesse  Si  53  5,  Al  0-9,  with  Fe  ir.,  Mg  28-6,  H  16-4=99-4. 

Pyr.,  etc. — In  the  closed  tube  yields  first  hygroscopic  moisture,  and  at  a  higher  temperature 


Si 

^1 

Mg 

H 

53-8 

1-2 

23-8 

20-0  =  98-8  Berthier. 

54-0 

1-4 

24-0 

20-0=99-4  " 

48-U 

ir. 

20-06 

19-6,  Pe  12-40  =  100-06  KobeU. 
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e:ives  much  -water  and  a  burnt  smell.  B.B.  some  varieties  blacken,  then  burn  white,  and  fuse 
with  difficulty  on  the  thin  edges.  With  cobalt  solution  a  pink  color  on  ignition.  Decomposed 
by  muriatic  acid  with  gelatinization. 

Obs. — Occurs  in  Asia  Minor,  in  masses  in  stratified  earthy  or  alluvial  deposits  at  the  plains  ot 
Eskihi-sher,  where,  according  to  Dr.  J.  Lawrence  Smith,  it  has  proceeded  from  the  decomposition 
of  carbonate  of  magnesia,  which  is  imbedded  in  serpentine  in  the  surrounding  mountains.  He  ob- 
serves tliat  more  or  less  carbonate  of  magnesia  is  often  found  in  the  meerschaum  (Am.  J.  Sci., 
II.  vii.  286);  also  found  in  Greece  ;  at  Hrubschitz  in  Moravia  ;  in  Morocco  ;  at  Vallecas  in  Spain, 
in  extensive  beds,  aflbrding  a  light  but  valuable  building  stone.  The  mineral  from  Morocco, 
called  in  French  Pitrre  de  savon  de  Maroc,  is  used  in  place  of  soap  at  the  Moorish  baths  in  dif- 
ferent places  in  Algeria. 

The  word  meerschaum  is  German  for  sea-froth,  and  alludes  to  its  lightness  and  color.  Sepiolite 
Glocker,  is  from  a>i-tij,  cuttle-fish,  the  bone  of  wliich  is  light  and  porous ;  and  being  also  a  pro- 
duction of  the  sea,  "  deinde  spuraarii  marinam  signiticabat,"  says  Glocker. 

Brongniart.  in  the  first  edition  of  his  Mineralogy  (I8UT  i,  iiifiuded  under  Magnesitt  (1)  the  car- 
bonate, which  he  ci\\\&  Mitchdls  nn'cjae-^de  (see  under  Magxemte)  ;  (2)  the  hydrous  silicate  or 
meerschaum  ;  and  (.'!)  the  siliceous  carbonate  from  Baudissero  in  Piedmont ;  he  putting  Mitcliell's 
magnesite,  '  the  carbonate,  first.  Karsten,  in  his  "  Tabellen,"  pubhshed  the  next  year,  separ- 
ated from  meerschaum  the  carbonate  and  adopted  for  it  the  name  magnesite,  and  in  this  he  has 
been  followed  by  aU  German  and  most  other  mineralogists.  The  apphcation  of  the  name  magne' 
site  to  the  hydrous  silicate,  done  in  the  later  writings  of  Brongniart  and  by  subsequent  French 
mineralogists,  is  hence  in  violation  of  the  law  of  priority. 


403.  -APHRODITE.    Aphrodit  Berlin,  Ak.  H.  Stockh.,  172,  18i0. 

Soft  and  earthy  like  sepiolite. 

G.  —  2'21.    Color  milk-white.  Opaque. 

Comp.— 0.  ratio  for  fi.  Si,  H=l  :  2  :  f ;  MgSi  +  f  H.    Berlin  obtained  (1.  c.)  SiHca  51-55. 
magnesia  33*72,  protoxyd  of  manganese  l*u2,  protoxyd  of  iron  0"59,  alumina  0  20,  water  13-32. 
Obs. — From  Longban,  Sweden. 
Named  from  dioos,  foam. 

Delesse  has  analyzed  another  species,  containing  Silica  53'o,  magnesia  28  6,  alumina  with  trace 
of  sesquioxyd  of  iron  0*9,  water  16  4=nearly  Mg  Si  +  H.  Occurs  in  serpentine,  of  a  white  or 
yellowish  color,  with  a  waxy  lustre,  and  somewhat  translucent.    G.  =  2*3:'5. 

Hampshrrite  is  a  name  apphed  hj  Hermann  to  the  steatite  of  certain  steatitic  pseudomorphs 
described  and  analyzed  by  Dewev  (Am.  J.  Sci..  iv.  274,  v.  24.9,  vi.  ;:J:U,  \S2-l.  1.'-j3i.  wlio  o')tained 
Si  oO-iiU,  Al  0-15.  Mg  28-83,  Fe  2-59,  Mn  I-IO,  H  15-00.  It  gives  the  oxygen  ratio  for  R.  Si.  H, 
1:2:1.  But  the  constituents  ot  pseudomorphs  are  seldom  pure  species,  and  witliout  ihorough 
investigation  aflbrd  no  sufficient  ground  for  instituting  a  new  species.  They  have  mostly  the 
form  of  quartz. 


404.  CIMOLITE.  K(/-w>,'a  Theophr.  CimoHa  Plin.,  xxxv.  57.  Cimolit  Klapr.,  Beitr.,  i  291, 
1795.  Pelikanit  OuchaJcoff,  BuU.  St.  Pet.,  xvi.  p.  129,  J.  pr.  Ch.,  Ixxiv.  254.  Hunterite 
Haughton,  Phil.  Mag.,  IV.  xvii.  18,  1859,  xxiii.  50. 

Terra  Lemnia  JJioscor,  Plin.,  etc.    Sphragid  Karst.,  Tab.,  28,  88,  1808.    Ehrenbergit  Xdgger- 
ath,  Yerh.  nat  Ver.  Bonn,  ix.  378,  1652. 

Amorphous,  clay -like,  or  chalky. 

Yery  soft.    G.  =  2'18  — 2'30.    Lustre  of  streak  2:reasY.     Color  white. 


Adheres  to  the  tono-ue. 


grayish-white,  reddish.    Opaque.  Harsh. 

Comp.— 0  ratio  for  AL  gi,  5=1  :  3  :  1  ;  corresponding  to  AP  Si^S  H ;  or,  if  half  of  the  Travel 
is  basic,  (|  Al  +  ^H^)  Si^  +  H.  Analyses:  1,  Klaproth  (1.  c);  2,  inmofiF(Ann.  J.  M.  Euss.,  1841, 
336);  3,  V.  Hauer  (Jahrb.  geol.  Eeichs.,  1854,  67j;  4,  Ouchakofl:' (1.  c.j ;  5,  Haughton  (1.  c): 


Argentiera 
Ekaterinovska 
Near  Bihn 
Kiew,  Pdicanite 


5.  Hunteriie 


Si  Al  iPe  H 

63-00  23-00  1-25  12-00  =  99-25  Klaproth. 

63-52  23-55    12-00  =  9yO7  Ilimoffi 

62-30  24-23    l-i-34.  Ca  0-83=r99-70  Hauer.    G.  =  2-376. 

65-66  22-84  0-44  9-31.  Mg  0-56,  Iv  0-30,  P  0-17  =  99  28  Ouchakoffi 

65-93  20-97    ]  1-6 1^  Mg  0-45,  Ca  0-30=99-26  Haughton. 
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Klaproth,  in  a  later  analysis  (Beitr,  vi.  2  3),  obtained  Si  54-0,  3tl  26-5.  5Fe  l-o,  IK:  5-5,  H  12 
The  hunterite,  according  to  the  analysis,  contains  a  little  excess  of  silica,  probably  due  to  free 
quartz,  as  the  material  was  gritty  under  the  pestle. 

Pyr.,  etc. — Yields  water.  B.B.  becomes  gray  and  finally  burns  white  ;  infusible.  With  cobalt 
solution  a  blue  color. 

Obs. — From  the  island  of  Argentiera  (Kt/<o)Xij  of  the  Greeks);  Berg  Hradischt,  near  Bilin,  Bo- 
iieuiia;  also  from  Ekateriiiovska,  district  of  Alexandrovsk,  Russia;  Government  of  Kiev,  Russia; 
Kagpur,  Central  India,  with  orthoclase  in  granite. 

404A.  SpuRAGiDiTE.  {\  n'H'i  i  y»}  DioscuT.  ^'joayi';  \f)fiviii.  Terra  Lcmuia  P/r/2.,  xxxvi.  Sphra- 
gid  Ka.  sL,  Tab.,  28,  8"^,  1^08.)  Related  in  composition  to  cimohte,  but  contains  some  alkah. 
Color  yello\^•i?h-gray,  brownish,  or  yellowish-white.  Sometimes  mottled  with  rust-like  spots ; 
harsh  to  the  touch,  adheres  feebly  to  the  tongue,  and  forms  a  paste  with  water. 

Klaproth  obtained  for  its  composition  (Beitr.,  iv.  333) : 

gi       Al       3Fe     Mg     Ca     Xa  H 
66-00    14-50    6  00    0-25    0  25    3-50  8-50 

From  Stalimene,  the  ancient  Lemnos.  It  was  also  called  Ttrra  sigillata.  It  was  dug  for  medi- 
cinal purposes  once  a  year,  cut  into  spindle-shaped  pieces,  and  itarnX'td  u-iih  a  stai,  andhtncethe 
name  sigillata  in  Latin,  and  sphragis  in  Greek.  There  was  also  a  Ruhrica  Lemnia^  or  Lemnian 
Reddle,  used  by  painters,  which  is  confounded  by  Plmy  with  the  true  terra  lemnia. 

404B.  Ehrexbergit  Noggeraih  (Verb.  nat.  Ver.  Bonn,  ix.  378,  1857).  Xenr  the  preceding  in 
composition,  and,  like  that,  containing  alkali.  It  is  almost  gelatinous  in  the  fresh  state,  and  be- 
comes fragile,  pulverulent,  and  opaque  on  drying ;  color  rose-red.  Analyses  :  1,  Schnabel  (1.  c.j ; 
2,  G.  Bischof  (l.  c) : 

Si        ^1      Pe     Mn    Mg     Ca  Xa,  K  H 
1.  5fi-77    15-77    1-65    0-86    1-30    2-76    3-78    17-11  =  100  Schnabel 
2.64-04     6-04    4  56    4-61    0-41    3-96    8-11      7-77  =  100  Bischof. 

Ehrenbergite  occurs  in  clefts  in  trachyte  at  the  quarries  of  Steinchen  and  "Wolkenburg,  Sieben- 
gebirge. 

400C.  Anauxite  Breith.  (J.  pr.  Ch.,  xv.  325,  1838).  Greenish-white,  pearly,  granular;  with 
cleavage  in  one  direction.  Translucent.  _  H.  =  2— 2-5.  G.  =  -z-26.  Plattner  obtained  (1.  c.)  Si  55-7, 
H  11-5,  with  much  Al,  a  little  Mg  and  Fe. 

From  Bhin,  Bohemia 

404D.  PORTITE  JfenegJwii  &  Bechi  (Am.  J.  Sci.,  II.  xiv.  63).  Orthorhombic.  In  radiated 
masses;  cleavage  very  distinct  parallel  to  a  rhombic  prism  of  120°.  H.  =  5.  G.  =  2-4.  Lustre 
vitreous.    Color  white.  Opaque. 

Corrq). — If  the  protoxyds  are  not  an  essential  part  of  the  compound,  the  mineral  corresponds  to 
the  formula  Al  Si^4-  EL    Analysis  by  Bechi  (Am.  J.  Sci.,  II.  xiv.  03) : 

Si        Al     Mg       Ca    Xa       K  H 
58-12    27-50    4-87     1-76    O'lO    0-10    7-92  =  100-43. 

Yields  water.  B.B.  intumesces  much  and  affords  a  m.ilk-white  enamel.  Dissolves  in  acids, 
even  in  the  cold,  and  gelatinizes.  From  the  gabbro  rosso  in  Tuscany.  Xamed  after  Mr.  Porto 
of  Tuscany. 

405.  SMECTITE.  Fuller's  Earth  pt. ;  Terra  or  Creta  Fullonum  pt. ;  TValkthon,  ^Valkerde 
pt,  Germ.;  Terre  a  Foulou  pt.  Fr.  S>mectit  Breith.,  Handb.,  344,  1841.  Malthacit  Breith.,  J. 
pr.  Ch.,  X.  510,  1837. 

Massive.  Clay-like. 

Very  soft.  G!!=1-9  — 2'1.  Lustre  dull;  of  streak  shining.  Color  white, 
gray,  and  various  shades  of  green  to  mountain-green  and  olive-green,  or 
brownish.  Streak  colorless.  Unctuous.  Does  not  adhere  to  the  tongue. 
Softens  in  water. 
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V  slx.— Fuller's  Earih  includes  many  kinds  of  unotuous  clays,  gray  to  dark -green  in  color,  and 
is  oiily  in  part  Breithaupt's  smectite.  Much  of  it  is  kaoliuite.  MadhacHe  is  described  as  occur- 
ring in  thin  laminte  or  scales,  and  sometimes  massive,  with  the  color  white  or  slightly  yellowish, 
and  thin  plates  translucent ;  tl.ie  original  is  from  basalt,  at  SteindCrfel,  m  Lausilz ;  and  Berauu 
in  Bohemia  is  given  as  another  locality.  Smectite  is  a  mountain-green,  oil-green,  and  grayish- 
green  clay,  from  Cilley  in  Lower  6tyria, 

Comp. — 0.  ratio  for  li,  Si,  U  =  i  :  4  :  4  in  anal.  1 ;  whence,  if  a  fourth  of  the  water  is  basic, 

The  chemical  species  characteristic  of  these  minerals  is  probably  the  same — a  silicate  of  alumita 
related  to  cimolite.  but  containing  three  or  four  times  as  much  water. 

Analyses:  1,  Jordan  (Pogg.,  Ixxvii.  591);  2,  Klaproth  (Beitr.,  iv.  3:38) ;  3,  0.  MeissneHl.  cj  : 

Si  ^1  Fe  Mg  Ca  H 

51-21  12-25  2-07  4-89  2-13  27 -89=  100-44  Jordan. 

53-00  10-00  9-To  1-25  ()  50  24-<  U,  K /r.,  Xa  CI  0' 10  =  98-00  Klapr. 

50-17  10-G6  3-15    0-25  33-83=  10u-u6  Meissner. 


1.  Ciller.  Snirdiie 

2.  Rie-ate.  Fu/  er's  E. 

3.  Steinduriel,  Mallli. 


Pyr.,  etc. — B.B.  the  malthacite  is  infusible ;  but  the  smectite  and  the  Ricgate  fuller's  earth, 


owii.g  to  the  impurities  present,  fuse  rather  easily. 
Obi. — Ah  the  kinds  have  a  soapy  feel. 


Decomposed  by  muriatic  acid. 


RnoDALiTE  TJiomson  (iiin.,  i.  354,  1 836)  is  a  rose-red  mineral,  "  seeming  to  consist  of  a  congeries 
of  small  rectangular  prisms  with  square  prisms."  Earthy;  feel  soapy;  H.  =  2-0;  G.  =  2'0. 
Easily  scratched  and  pohshed  with  the  nail.    B.B.  not  altered. 

Compos'tion,  according  to  Richardson  (1.  c),  Si  55-9,  Ai  8-3.  Fe  11-4,  Mn  tr..  MgO  C.  Ca  1-1,  1122-0 
=  99  3.  From  nodules  in  amygdaloid,  in  Antrim,  northern  Ireland.  '•  It  appeareil  to  have  been 
partially  acted  upon  by  the  rain  and  weather."  Purtlock  states  that  the  Uiiueral  contains  less 
iron  than  Thomson's  analysis  gives,  and  also  that  it  readily  fuses. 


406.  MONTMORILLONITE.  Salvefat,  Ann.  Ch.  Phys.,  Ul.  xxi.  376,  1847.  Confolensite 
Jjufr.,  Miu.,  iii.  583,  1850.  Delanovit  Kenng.,  Jalirb.  G.  Reichs.,  iv.  63:^,  185:-5.  Delanonite 
Bufr.,  Miu.,  iii.  583,  1856.  Stolpenit  (=Bole  of  Stolpcn)  Kenng.,  Miu.,  41,  1853.  Seponite  Nickles^ 
Ann.  Ch.  Pliys ,  III.  Ivi.  46,  1859=Pierre  a  savon  {Germ.  Bergseife)  de  Plombieres.  Steargillite 
Meillet,  Descl.  Min.,  i  2i,i5,  1802.    Erinite  Thomson,  Mm.,  i.  341,  183G. 

Massive,  clay -like. 

Yerj  soft  and  tender.  Lustre  feeble.  Color  wliite  or  grayisli  to  rose- 
red,  and  bluish  ;  also  pistachio-green.  Softens  in  water,  and  for  the  most 
part  does  not  adhere  to  the  tongue.  Unctuous. 

Var.—  {1)  Montmorilloniie  h  rose-red;  from  Montmori lion,  France.  Confolensite  is  paler  rose- 
red  ;  fr.  Confoleus.  Dept.  of  Chareute,  at  St.  JCcm-de-Cole,  near  Thiviers.  Ddanouite.  is  similar  in 
color,  and  is  fr.  Millac,  near  Xontron,  France  ;  stated  by  Kentigott  to  adliere  to  the  tongue. 

(2)  Skiiptiiit'^  is  a  clay  Irom  the  basalt  of  Sto.pen.  SttargtH.de  is  white,  yellow,  and  pistachio- 
green,  subtrciuslacent,  insoluble  in  acids;  and  is  easily  cut  into  cakes  looking  like  soap  or  wax: 
fr.  near  Virolet  on  the  Rochelle  railroad,  and  at  the  tunnel  of  Poitiers.  Sapotdie  of  Xickles  is  a 
soap-like  clay  from  the  granite  from  which  issues  one  of  the  hot  springs  of  Plombieres,  France, 
called  Soap  Spring. 

Erinite  is  a  yellowish-red  clayey  mineral  from  the  Giant's  Causeway ;  G.  =  2-04  ;  opaque;  a 
little  resinous  in  lustre  ;  unctuous;  B.B.  infusible  but  whitens.    Xameu  from  Erin  (Ireland,. 

Comp.— Like  smectite,  but  containing  more  alumina.  0.  ratio  for  R,  Si,  11  =  1:  2| :  ; 
whence  ril  l- 3"  H^)  Si'^+5  H.  Analyses:  1,  2,  Salvetat  and  Damour  (1  c.) ;  3,  Berthier  i,Tr.  d. 
Ess.  V.  seche,  i.  58);  4.  v.  Hauer  (Jahrb.  G.  Reichs.,  iv.  633);  5,  6,  Salvetac  (Ann.  Ch.  PJiys.,  III. 
xxxi.  l':!ii);  7,  Rammelsberg  (Pogg.,  xlvii.  180j 
11,  Thomson  (1.  c.) : 


8,  Meillet  (L  c.) ;  9,  Nickles  (1.  c.) ;  10,  Berthier  ; 


Montmorillon,  Mont. 

Confolens,  Conf. 

Millac,  Delan. 

St.  J.  de  Cule,  Conf. 


Si 

(})  49  40 
(^j)  50-04 

49-  5 

50-  55 
45-55 


19-  70 

20-  16 

18-  0 

19-  15 
22-6U 


Fe 
0-80 
0-68 


1-05 


Mg 
0-27 
0--3 
2-1 
:^rn  4-40 
0-30 


Ca 
1-50 

1-  46 

2-  1 

0-  f.3 

1-  66 


Na,K  H 

1-50    25-67  =  98  84  Salvetat 
26  00  =  9;i-84  Damour. 

  28-1'  r:r9'J-7  Berthier. 

  24-05  =  9->-78  Hauer. 

0-10    26  20,  Si  gel  O-wo,  qta. 
1-04==  99-46  Salvetuti 


OXYGEN  COMPOUNDS. 


Si       ^1  ¥e  Mg      Ca  Xa,K 

G.  Irose-^-ed         45'44  24-00  1-35       0-u9     0-88  0-93  26-70=^ 99\;5  Salvetat 

7.  Sto/penite  45-92  22-14      3-90    25-86=97-82  Hamm. 

8.  Steargillite  45-:i0  23-30  Fe  1-21  Mn  1-48    1-70  27-00=99-99  MeUlet. 

9.  Plombieres,S'a29om^40-Gl  18-45  tr.  Mg       CdS3-53  0-41  37-tiO=:100  Nickles. 

10.  "  "     4e'.-8  23-4    2-1    26-6  =  98-9  Berthier. 

1\.  Eriniie  47-04  18-46       6'36   Ca  1-00    25'28,  Na  CI  0-9=99-04  T. 

Salvetat  observes  that  carbonate  of  soda  separates  a  little  gelatinous  silica,  and  sulphuric  acid 
some  quartz-silica — a  fact  of  great  interest  in  connection  with  the  earthy  hydrous  aluminous  sili- 
cates generally. 

Pyr.,  etc. — B.B.  infusible,  excepting  the  stolpenite,  which  aflbrds  a  yellowish  enamel,  probably 
owing  to  the  4  p.  c.  of  lime  in  the  state  of  silicate  present  as  impurity.  Montmorillonite  loses  6 
p.  c.  of  water  at  100  '  C,  and  delanoaite  14  p.  c.  The  saponite  lost,  according  to  Nickles,  2-2  p.  c. 
of  water  in  dry  air  at  15°  C. ;  34-5  p.  c  at  100'  C. ;  and  37  p.  c.  at  redness.  The  loss  over  sul- 
phuric acid  was  29  p.  c. 

Sero'iie,  according  to  the  analysis  of  Pelletier  (p.  477),  would  be  identical  nearly  with  the  min- 
eral from  Confolens. 

406A.  Eazoumoffskin  of  John,  a  greenish-white  clay-like  mineral  from  Kosemiitz,  in  Silesia,  is 
near  montmorillonite,  except  in  the  less  amount  of  water.    Zellner  obtained  : 

Si  54-50       3cl  27-25       Fe  0-25       Mg  0-37       Ca  2-00       H  14-25=98-62. 

A  lithomarge  (Sceinmark)  from  Strimbuly,  Transylvania,  afforded  Hingenau  (Jahrb.  Min.,  1856 
690): 

gi  52-40     ^121-80     Mg  4-28      Ca  2-50     K,  Na  1*34     H  [17-68]  =  100. 
It  is,  probably,  judging  from  the  magnesia  and  alkalies  present,  only  a  mixture. 

407.  STILPNOMELANE.    GlocJcer,  ZS.  f.  Min.,  Jan.,  1828,  Handb.,  572,  1831.  Chalcodite 
Shep.,  Eep.  Am.  Assoc.,  vi.  232,  1851. 

Foliated  plates,  sometimes  hexagonal,  sometimes  radiated.  Also  librous, 
or  as  a  velvety  coating  even  or  tnfted.    Cleavage  easy  in  one  direction. 

—  d  when  in  solid  plates.  G.  =  3  — 34,  Glocker ;  2*769,  Breith.  ; 
2'76.  chalcodite.  Brush.  Lustre  of  cleavage  surface  between  pearly  and 
vitreous,  sometimes  submetallic  or  brass-like.  Color  black,  greenish-black, 
yellowish-bronze,  and  greenish-bronze. 

Var. — (1)  Ordinary,  in  plates  or  massive. 

(2 )  Chalcodite,  in  velvety  coatings  of  brass-like  or  submetallic  lustre,  consisting  of  minute  scales, 
which  are  flexible. 

Comp.— 0.  ratio  for  R  +  K,  Si,  H=3  :  6  :  2  nearly,  from  anal.  1  to  3  ;  whence  'S',  1^)  Si^+2  :E. 
Brush's  analysis,  in  which  the  state  of  oxydation  of  the  iron  was  determined,  gives  13  39  :  24-15: 
8-18,  or  nearly  the  same. 

Analyses:  1,  Rammelsberg  (Pogg.,  xhii.  127);  2.  Siegert  (Ramm.,  5th  SuppL,  230,  Min.  Ch., 
880);  3,  L.  J.  Igelstrom  (J.  pr.  Ch.,  Ixxxi,  396);  4,  G-.  J.  Brush  (Am.  J.  Sci.,  II.  xxv.  198): 

Si  ^1  3Fe      Fe  Mg  Ca     K  H 

1.  Obergmnd    (f)  45-96  5*84                35  60  1-7-8  0*19    0-75  8'63  =  98-75  Ramra. 

2.  Weilburg          45  07  4  92    41*98    0-94  1*67    8-47  =  i^8-85  Siegert. 

3.  ifordmark         45-61  5  00  37-70  3*00   9-14=100-4.>  IgelstrGm. 

4.  Chalcodite     (|)  45-29  3-62  20  47    16'47  4  56  0-28     ir.  9*22  =  99*91  Brush. 

Brush  ascertained  the  identity  of  chalcodite  with  stilpnomelane  ;  Mallet  analyzed  it  (Am.  J.  Sci., 

11.  xxiv.  113),  but,  as  he  states!  he  had  too  little  of  the  mineral  for  reliable  results. 

Pyr.,  etc.— Yields  much  water.  B.B.  fuses  easily  to  a  black,  shining,  magnetic  globule.  With 
the  fluxes  gives  the  reactions  for  iron,     Chalcodite  is  completely  decomposed  by  muriatic  acid. 

Obs. — Stilpnomelane  occurs  at  Obergrund  and  elsewhere  in  Silesia,  with  calcite  and  quartz, 
sometimes  intermixed  with  pyrite  and  magnetite.  Also  in  Moravia,  near  Brokersdorf ;  near  Stern- 
berg, in  a  bed  of  limonite,  in  a  clay  slate,  probably  of  the  Devonian  age,  and  often  associated  with 
chlorite,  magnetite,  and  calcite ;  at  Frederic  mine  near  \yeilburg,  Nassau,  in  a  bed  of  iron  ore  ;  at 
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Pen  Mine.  Xordmark,  Sweden,  radiated  foliated  with  actinolitc,  in  veins  sometimes  4  inches  thick 
Chalcodite  occurs  at  the  Sterling  Iron  mine,  in  Antwerp,  Jefferson  Co.,  N.  Y.,  coating  hematite 
and  calcite,  and  sometimes  constituthig  pseudomorphs,  having  the  form  of  hollow  rectangular  tables; 
the  yellow  variety  resembles  hi  color  mosaic  gold. 

Xamed  Stilpnomelane  from  anX-i^ih,  nldnimj^  and  ^tXuf,  black;  and  Chalcodite^  from  ^aA^cus,  Irasi 
or  bronze. 

408.  CHLOROPAL.  Bernhardi  &  Brandes,  Schw.  J.,  xxxv.  29,  1822.  Unghwarit  Gloclcer, 
(inmdr.,  1889,  537.  Nontronite  Berthier,  Ann.  Ch.  Phys.,  xxxvi.  22,  1827.  Pinguite  Breith., 
Schw.  J..  Iv  303,  1829.  Fettbol  Frtiedeben,  Mag.  Orykt.  Sachsen,  v.  136.  Gramenite 
Kraniz,  Ges.  Nat.  Ileil-kuude,  Bonn,  March,  1857,  C.  Bergeinann,  Jahrb.  Min.,  1857,  395. 

Compact  massive,  with  an  opal-like  appearance ;  earthy. 
H.  =  2*5— 4'5.    G.  =  1'T27,  I'STO,  earthy  varieties,  the  second  a  conchoi- 
l  specimen  ;  2'105,  Thomson,  a  Ceylon  chloropal.   Color  greenish-yellow 
d  pistachio-green.    Opaqne — subtranskicent.    Fragile.    Fractnre  con- 

choidal  and  splintery  to  earthy.    Feebly  adhering  to  the  tongue,  and 

meagre  to  the  touch. 

Var. —  Chhropal  has  the  above-mentioned  characters,  and  was  named  from  the  Hungarian 
miueral  occurring  at  Ungliwar,  whence  Glocker  s  name  Unglnvarite.  It  is  described  as  breaking 
mto  parallelopipeds,  having  opposite  magnetic  polarity  at  opposite  angles. 

Xontronite  is  pale  straw-yeliow  or  canary -yellow,  and  greenish,  with  an  unctuous  feel ;  flattens 
and  grows  lumpy  under  the  pestle,  and  is  polished  by  friction  ;  from  Xontron,  Dept.  of  Dordogne, 
France. 

Pinguite  is  siskin  and  oil-green,  extremely  soft,  like  new-made  soap,  with  a  slightly  resinous 
lustre,  not  adhering  to  the  tongue  ;  the  original  from  Wolkenstein  in  Saxony. 

Fettbol  has  a  liver-brown  color,  a  slig-htly  greasy  lustre,  shining  streak,  couchoidal  fracture,  and 
G.  =  2'.i49,  Breith.,  and  is  from  Halsbriicke  near  Freiberg. 

Gro.mtnite  has  a  grass-green  color  (whence  the  name),  and  occurs  at  Menzenberg,  in  the  Sie- 
bengebirge,  in  thin  librous  seams,  or  as  a  feather  of  delicate  lamellae;  H.  =  l  ;  G.=  1'87,  after 
drying  at  212'  F. ;  lustre  and  feel  somewhat  greasy,  as  in  pinguite. 

Comp. — A  hydrated  silicate  of  iron,  with  probably  the  general  formula  Fe  Si^+4-^  H^Silica 
42-7,  sesquioxyd  of  iron  3S-0,  water  19-3=10i»;  or(Fe^  Fe)  81^+4^  H.  The  water  and  silica 
both  vary  much.  The  Hungarian  chloropal  occurs  mixed  with  opal,  and  graduates  into  it,  and 
this  accounts  for  the  high  silica  of  some  of  its  analyses. 

Analyses:  1,  2,  Bernhardi  &  Brandes  (1.  c.) ;  3,  4,  Hiller  (Jahresb.,  1857,  671);  5,  Thom- 
son (Min.,  i.  464);  H,  v.  Hauer  (Ber.  Ak.  Wien,  xii.  161,  1854);  7,  Berthier  (Ann.  Ch.  Phys., 
XXXV.  92);  8,  Dufrenoy  (Ann.  d.  M.,  HI.  iii.  393);  9,  Jacquelin  (Ann.  Ch.  Phys.,  xlvL  101);  10, 
Biewend(J.  pr.  Ch.,  xi.  162);  11,  12,  Mehner  (J.  pr.  Ch.,  xlix.  382):  13,  H.  MiiUer,  14,  E.  Uri- 
coechea  (this  Min.,  1854,  337);  15,  Kersten  (Schw.  J.,  Ixvi.  9);  16,  Bergemann  (1.  c.) ;  17,  Kers- 


en  iSchw.  J.,  Ixvi.  31): 

Si 

XI 

Mg 

H 

1. 

Unghwar,  compact 

46 

33 

1 

2 

18  =  100  Bernhardi  &  Brandes. 

2. 

earthy 

45-00 

32-00 

0-75 

2-00 

20-0  '=99-75  Bernhardi  &  Brandes. 

3. 

Steinberg,  coinp. 

71-6 

16-3 

2-1 

1-5 

8-3  =  99-8  Hiller. 

4. 

"  earthy 

39-7 

28-0 

3-7 

2  4 

26-1=99-9  Hiller. 

5. 

Ceylon 

53-00 

26-04 

1-80 

1-40 

18-00=100-24  Thomson. 

6. 

Unghicarite            (|)  57*76  Fe 

20-86 

19-78,  Ca  1-77  =  100  Hauer. 

7. 

Xontron,  Kontronite 

44-0 

29-0 

3-6 

2-1 

18-7.  clav  1-2  =  98-6  Berthier. 

8. 

Yillefrance,  " 

40-68 

30-19 

3-96 

2-37 

23-00  =  100-20  Dufrenoy. 

9. 

Montmort,  " 

41  31 

35-09 

3-31 

18-63,  Ca  0-19,  Cu  0  9  =  100-8  J. 

10. 

Andreasberg,  " 

41-10 

37-30 

21-56  Biewend. 

11. 

•'  gnh. 

40-50 

33-7  1 

1-09 

21-82,  Fe  2-26,  Ca  Ml  =100-48  Melm 

12. 

bk. 

46-21 

30-32 

tr. 

20-38=102-91  Mehner. 

13. 

Tirschenreuth,  Nontr. 

47-1 

35-75 

7-15 

tr. 

10-00=1(10  Miiller. 

14. 

it       ~  (( 

47-59 

42-49 

0-13* 

9-79=100  Uri  coechea. 

15. 

"Wolfenstein,  Pinguite 

36-90 

29-50 

1-80 

0-45 

25-10,  Fe  6-10,  ^n  0-15  =  100  Kerst. 

16. 

Ch'amenite 

38-39 

25-46 

6-87 

0-75 

23-36,  Fe  2-sO,  Mn  0-67,  Ca  0*56,  K  1*14 
=  100  Bergemann 

17. 

Fettbol 

46-40 

23-50 

3-01 

24-50=97-41  Kersten. 

*  With  some  potash. 
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OXYGEN  COMPOrXDS. 


Kobell  found,  after  expelling  the  water  (J.  pr.  Chem,,  xliv.  95) : 

1.  Haar  Si  52-10    IPe  40-60    ^13-00    Ca  1-60    Mg  1  •08  =  98-33. 

2.  Hungary         52-33         43-3-t         2-32         0-93  0-73  =  99-65. 

This  chemist  regards  the  chloropal  as  a  mixture  of  Si^+2  H  and  opal;  and  he  writes  thfl 
same  formula  for  nontrouite  and  pinguite. 

Pyr.,  etc. — Yields  water.  B.B.  infusible,  but  turns  black  and  becomes  magnetic.  "With  the 
fluxes  gives  reactions  for  iron.  Chloropal  is  partially  decomposed  by  muriatic  acid;  pinguite  is 
completely  decomposed,  vnth  separation  of  pulverulent  siUca,  while  nontronite  gelatinizes  with 
muriatic  acid. 

Obs. — Localities  are  mentioned  above.    The  locality  of  chloropal  at  Meenser  Steinberg  (anal.  3 
is  near  Gottingen ;  pinguite  occurs  also  at  Sternberg  in  Moravia. 
Named  from  xAooh-,  green,  and  opaL 

Chloropal  also  occurs  (Church,  Chem.  News,  1866,  ii.  71)  in  a  china-stone  quarry,  near  the  old 
tin  mine  known  as  Carclase,  not  far  from  St.  Austell,  in  Cornwall,  associated  with  fluor ;  it  is  the 
variety  which  has  been  named  gramenite. 

409.  GLAUCONITE.  Glaukonit  Keferstein,  Deutsch.  geol.  dargest.,  v.  510,  1828,  Glocker, 
Handb ,  832,  1831.  Griinerde  pt.  Germ.  Green  Earth  pt.  Terre  verte  pt.  Fr.  Chloro- 
phiinerit  Jenzsch,  Jahrb.  Min.,  798,  1855. 

Amorphous,  and  resembling  earthy  chlorite.  Either  in  cavities  in  rocks, 
or  loosely  grannlar  massive. 

H.  =  2.  G.  =  2'2  — 2"4.  Lnstre  dnll,  or  glistening.  Color  olive-green, 
blackish -green,  yellowish-green,  grayish-green.  Opaque. 

Comp.,  Var. — Essentially  a  hydrous  silicate  of  iron  and  potash  ;  but  the  material  is  mostly,  if 
not  always,  a  mixture,  and  consequently  varies  much  in  composition.  In  most  of  the  analyses 
the  state  of  oxydation  of  the  iron  was  not  determined._  Haushofer,  who  examined  this  point, 
gives  as  the  most  common  oxygen  ratio  for  R,  R,  Si,  II.  1:3:9:3,  and  writes  the  formula 
E  Si+  R  Si-+3  H=vif  fi=i  Fe  +  ^  K,  and  K=;^  Fe  +  ^-  Al)  SUica  49-3,  alumina  3  6,  sesquioxyd  of 
iron  22-7,  protoxyd  of  iron  6-3,  potash  8-3,  water  9-6.  The  ratio  is  that  of  a  hornblende,  and 
especially  acmite,  excepting  the  water  and  the  presence  of  potash  in  place  of  soda,  this  ratio 
between  the  bases  and  silica  being  1  :  2^.  Differs  from  celadonite  in  being  decomposed  by 
muriatic  acid 

The  kinds  of  glauconite  are: 

I.  Green  earth  of  cavities  in  eruptive  rocks;  to  which  the  chloropJianeriie  of  G.  Jensch  may 
perhaps  be  adtled. 

2.  Green  grains  of  sand  beds  or  rocks,  as  of  the  green  sand  of  the  chalk  formation,  rarely  found 
in  limestones ;  called  glauconite  (in  allusion  to  the  green  color).  H.  =  2;  G.  =  2'29  — 2-35 ;  color 
ohve-green  to  ycllo wish-green. 

Analyses:  1.  Delesse  (Bib.  Univ.  Gen.  1848,  June,  106);  2,  3,  Waltershausen (Yulk.  Gest,  301); 
4,  G  Jenzschd.  c);  5,  S.  L.  Dana  (Hitchcock's  G.  R.  Mass.,  93,  1841);  6-8,  Rogers  (G.  Rep 
N.  J.,  201-204);  9.  Fisher  (Am.  J.  Sci.,  II.  ix.  S3);  10,  Berthier  (Ann.  d.  M.,  xiH.);  11,  D.  H. 
von  Dechen  (Yerh.  nat.  Yer.  Bonn,  1855.  176):  12,W.  van  der  Marck  (ib.,  1855,  263);  13-15 
Mallet  (Am.  J.  Sci.,  II.  xxiii.  181);  16-18,  T.' S  Hunt  (Rep.  G.  Can.,  186.3,  486-488);  19,  20 
Berthier;  21-27,  Haushofer  (J.  pr.  Ch.,  xcvii.  353);  28,  id.  (ib.,  cii.  38);  29,  H.  Wurtz  (Am.  J 
Sci.,  II.  X.  326): 

1.  From  eruptive  rocJcs. 

Si      ^1     Pe    Fe    Mg   Ca  Xa      K  ft 

1.  Mt.  Baldo  51-25    7-25    20  72  5-98    1-92    6-21  6-49  =  100  Delesse. 

2.  Berufiord,  Icel'd        52-04    4-93    25-54  4-26  1-38    6*03  5-19  =  99-37  Waltersh. 

3.  Eskifiord,      "  60-09    5*28    15-72  4-96  0-09  2-51    5-04  4-44=98-13  Waltersh. 

4.  Chloroplianerite         59-4    undet.   12-3         undetermined  5*7  Jenzsch. 

2.  Glauconite,  from  sedimentary  beds;  or,  rarely,  from  limestone  strata. 

5.  Gay  Head,  Mass.      56*70  13-32    20  10  1-18  1-62  =  99-92  Dana. 

6.  Cauley's  Pits,         i  48-45    6-30    24-31   tr.    12-01    8-40=99  47  Rogers. 

V\  oodstown,  N.J.  ) 

7.  Scullto-.vu,  K  J.       51-50    6-40    24  30    tr.  9-9G    7-70=99-86  Rogers. 
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K  II 
12-96    7-50=99-85  Rogers. 

o-?>G  10-12  =  101 -12  Fisher. 

6-  0  10-0  Berthier. 
3  37    6-25=100  Dechen. 
8 -79  [4-7  6]  =  100  Marck. 
4-88    8-l7  =  l('(r04  Maliett. 

4-  58    8-17,  pyrites  1  •46  =  99-42 
MaUet. 

3-26    9-79  =  99-96,  Pe  tr.  Mali 

5-  80    8-95=100  Hunt. 
8-2      8-5  =  100  Hunt. 
6  96    9-66  =  100  Hunt. 

10-6    1 -2  0  =  98-7  Berthier. 

3-  0     8-5=98-3  Berthier. 
8-0      9-5  =  99-2  Haushofer. 
5-9      8-6  =  98-5  Haushofer. 
5-75  12-75  =  9>-S7  Hausliofer. 

4-  6    14-7=99-5  Haushofer. 

5-  18    8-98=  100-93  Haushofer. 
3-1      9-8  =  99-5  Haushofer. 
5-75  10-l  =  9S-85  Haushofer. 

7-  14    9-14,  Mg,  Oa,  C  1-11  = 
99  86  Haushofer. 

5-66  11-50  =  99-93  WurLz. 

*  11-85  p.  c.  of  Si  O'insol.  in  carb  soda.      ^  23-89  p.  c.  of  Si  O"  insol.  in  carb.  soda. 

Anal.  3,  G.  =  2-166;  13,  G.  =  2-297  ;  15,  G-.  =  2-349;  16,  17,  fr.  Louver  Silurian  rocks  of  the 
Quebec  Group;  18,  fr.  Louder  Magnesian  Limestone,  Lower  Silurian;  -21-2.1.  2S,  29,  Cretaceous; 
26,  Jurassic;  27,  Triassic  (Muschelkalk).    In  29,  4-81  out  of  the  W  oO  H  called  hygroscopic. 

Pyr.,  etc. — Yields  water.  Fuses  easily  to  a  dark  maguetic  glass.  Some  varieties  are  entirely 
decomposed  by  muriatic  acid,  while  others  are  not  appreciably  attacked. 

A  green  calcite  from  Central  India  contains  a  skeleton  of  glauconite — separable  by  acids — 
constituting  about  14  p.  c.  of  the  whole,  which  afforded  S.  Haughton,  on  analysis  (Phil  Mag.,  IV. 
xvii.  6),  Si  54-59,  Al  4-74,  Fe  2-2-S4,  Mg  4-9ii,  Ca  0-94,  H  and  loss  11-99.  He  names  the  rock, 
which  is  a  mixture  of  calcite  and  glauconite,  Hislopite.  An  analysis  by  Haushofer  of  a  glauconitic 
limestone  (muschelkalk)  from  Wurzburg  is  given  in  J.  pr.  Ch.,  xcix.  237, 

The  glauconite  grains  are  most  abundant  in  the  "green  sand"  of  the  chalk  formation,  some- 
times constituting  75  to  9o  p.  c.  of  the  whole.  They  are  often  casts  of  the  shells  of  Rhizopods. 
The  material  has  also  been  found  in  Silurian  rocks,  and  beds  of  other  geological  periods,  and  even 
in  the  shells  of  recent  Rhizopods,  and  in  fragments  of  coral  obtained  in -deep  sea  soundings  (Am. 
J.  Sci.,  II.  xxii.  281).  The  glauconite  of  the  Silurian,  analyzed  bj  Hunt,  contains  less  iron  and 
more  alumina  than  that  of  the  chalk  formation. 

The  following  are  analyses  of  material  usually  called  "green  earth."  It  occurs  often  in  the 
form  of  pseudomorphs  ;  that  of  Fassa  having  the  form  of  pyroxene ;  of  Framont,  lining  pyroxene 
crystals  and  filUng  cavities  amo  ig  them,  as  if  a  result  of  their  alteration.  1,  2,  Rammelsberg 
(Min.  Ch.,  489);  3,  Delesse  (Ann.  d.  M.,  IV.  iv.  351): 

Si      ^1     3Fe     Fe     Mg    Ca  Xa    K  H 

1.  Fassa,  _pse?<d     45-87  11-18      24-63      0-28   1-50     5-52      9-82  Rammelsberg. 

2.  '•        "         39-48  10-31  8-94  15-66  1-70    4-41      4-24.  ('a  C  15-26  Rammelsberg. 

3.  Framont  43-50  16-61  8-88  11-83  6-6o    0-69  3-14  715,  Mn  U  S0  =  99-26  Delesse. 


Si 

'■M  3Pe 

Fe 

^"Ig 

Ca 

Xa 

8. 

Poke  Hill,  K 

6-50   

22-14 







9. 

S.  E.  of  Phil,  in  N.J.  53-26 

3-85   

24-15 

1-10 

1-73 

1-GO 

10. 

Germany  52'1 

6-2  

22-1 

4-3 





11. 

Essen.  AVeotph.  58-17 

10-09   

18-75 

3-37 





12 

Werl.  Westph.  53-46 

5-00  

21-78 

6-21 





13. 

Coal  Blulf,  Ala.    (|)  57-56 

6-56  

20-13 

1-70 

1-04 

:  

14. 

"       "  58-91b 

5-48  

19-24 

0-87 

0-71 



15. 

Gainesville,  Ala.  R.  58-74'= 

4-71   

21-06 

1-48 

0-92 



16. 

New  Jersey  50-70 

8-03  

22-50 

2-16 

111 

0-75 

17. 

Orleans  Id.,  Can.  50-7 

19-8   

8-6 

3-7 



0-5 

IS. 

Red  Bird.  Miss.  46-58 

11-45  

20-61 

1-27 

2-49 

0-98 

19. 

Havre     '  49-7 

6-9   

19-5 







2o. 

Glaris                     52  3 

5  6  

23-0 



4-9 



21. 

Kressenberg            49  5 

3-2  22-2 

6-8 







22. 

Roding  50-2 

1-5   28  1 

4  2 







23. 

(1)  49-4 

7-1  2(1-07 

3-8 







24. 

Benedictbeueru  47-6 

4-2  21-6 

3-0 

r4 

2  4 

Ortenburg  48-99 

e.-4  25-8 

4-8 

tr. 

0-78 

26. 

Sorg  50-8 

6  7  21-8 

3  1 

4-2 

tr. 

27. 

Bayreuth  (|)49-1 

7-05  23  6 

3-25 

28. 

Havre,  France         50  62 

3-80  21  03 

6-02 

29. 

Shrewsby  K  J.  (i)  48-03 

33-94 

1-30 

410.  CELADONITE.  Terre  verte  de  Yerone  de  Lisle,  Crist.,  ii.  50?,  1783.  Granerde  Hoffm., 
Bergm.  J.,  519,  1788.  Green  Earth  pt. ;  Green  Earth  of  Yerona.  Seladouit  Clock..  Syn.,  193, 
1847.    Celadonite  Fr. 

Earthy  or  in  minute  scales,  forming  nodules  or  filling  cavities  in  erup- 
tive rocks.  Yerj  soft.  Color  deep  olive-green,  celandine-green,  apple-green 
Feel  more  or  less  greasy. 
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Comp. — Analysis  by  Klaproth  (Beitr.,  iv.  239) : 

Mt.  Baldo       Si  53       3Pe  28       Sig  2       K  10       H  6  =  99. 

Pyr.,  etc. — According  to  Ellaproth,  and  also  later,  von  Kobell,  not  acted  on  by  muriatic  aci(i 
Obs. — From  cavities  in  amygdaloid  at  Mt.  Baldo  near  Verona. 

Named  in  allusion  to  the  ordinary  color  of  the  mineral,  celadon- green^  equivalent  in  French  tc 
sea-green  (written  Sdadon  in  German),  tor  which  term  the  English  substituted  celandine-green.'^ 
Celadon  is  the  name  of  one  of  the  characters  in  a  French  romance  by  d'Urfe,  entitled  Astree, 
l)nbHshed  in  1610.  He  was  a  weak  verdant  lover  of  insipid  tenderness,  and  thence  the  apphca- 
tion  to  the  above  variety  of  green.  D'Urfe  borrowed  the  name  from  Ovid ;  it  comes  originally 
fr(;m  A£A:i(5;oi,  burning. 


n.  UNISILICATES. 

411.  SERPENTINE.  'O^-ir^?  pt.  Dioscor.,  v.  161.  Ophites  pt.  Vitruv.,  Plin.  Ophitae,  Ser- 
pentaria,  Agric,  Foss.,  304,  309,  1546.  Marmor  Serpentinum,  M.  Zeblicium,  Serpenstein  Grer- 
manice.  Lapis  Serpentinus,  B.  de  Boot,  1636,  pp.  502,  504.  Telgsten  pt.,  OUaris  pt.,  Marmor 
Serpentinum,  M.  Zoblizense,  Lapis  Colubrinus,  Wall.,  135,  1747.  Serpentine  Fr.  Trl.  "Wall., 
1753.    Serpentin,  Zoblitzer  S.,  Cronst.,  76,  1758. 

Ortliorhombic ?  Indistinct  crystals,  but  only  as  psendomorphs.  Some- 
times foliated,  folia  rarely  separable ;  also  delicately  tibrons,  the  fibres  often 
easily  separable,  and  either  flexible  or  brittle.  Usually  massive,  fine  gran- 
ular to  impalpable  or  cryptociystalline ;  also  slaty. 

H.=:2*5— 4,  rarely  5-5.  G.=:2-5  — 2*65  ;  some  fibrous  varieties  2"2  — 2*3  ; 
retinalite,  2'36— 2'55.  Lustre  subresinous  to  greasy,  pearly,  earthy  ;  resin- 
like, or  wax-like  ;  usually  feeble.  Color  leek-green,  blackish-green ;  oil 
and  siskin-green  ;  brownish-red,  brownish-yellow  ;  none  bright ;  sometimes 
nearly  white.  On  exposure,  often  becoming  yellowish-gray.  Streak  white, 
slightly  shining.  Translucent — opaque,  teel  smooth,  sometimes  greasy. 
Fracture  conchoidal  or  splintery.  Polarization  in  crystals,  none,  or  only 
irregular  colors,  as  in  amorphous  or  cryptocrystalline  substances ;  usually 
apparent  in  laminated  and  fibrous  varieties,  with  the  bisectrix  negative 
and  normal  to  the  plane  of  lamination  or  to  that  of  tlie  fibrous  structure. 

Var. — Many  unsustained  species  have  been  made  out  of  serpentine,  differing  in  structure 
(massive,  slaty,  foliated,  fibrous),  or,  as  supposed,  in  chemical  composition;  and  these  now,  in 
part,  stand  as  varieties,  along  with  some  others  based  on  variations  in  texture,  hardness,  etc. 

A.  Massive.  (1)  Ordinary  massive,  (a)  Precious  or  Nolle  Serpentine  (Ei(\\ex  Serpentin  Germ.) 
is  of  a  rich  oil-green  color,  of  pale  or  dark  shades,  and  translucent  even  when  in  thick  pieces ;  and 
(h)  Comiiion  Serpentine,  when  of  dark  shades  of  color,  and  subtranslucent.  The  former  has  a 
hardness  of  ii'5  — 3  ;  the  lutter  often  of  4  or  beyond,  owing  to  impurities. 

2.  Besinous.  Retinalite  Thomson  (Min.,  i.  201,  1836)  is  massive  serpentine,  having  honey-yel- 
low to  light  oil-gTeen  colors,  and  waxy  or  resiu-like  lustre  and  aspect,  H.=:3-5  ;  G.  =  2-47— 2-52, 
Grenville,  Hunt,  2-36 — 2-38,  Calumet  Id.,  Hunt.  It  much  resembles  deweylite.  It  affords,  on 
analysis,  3  p.  c.  more  of  water  than  ordinary  serpentine  ;  and  it  is  probable  that  the  mineral  is  a 
mixture  of  serpentine  and  deweylite.  Named  from  ptrivn,  resin,  and  from  specimens  obtained 
at  G-reuville.  C.  W.  VorJiauserite  Kenngott  (i>in.  Forsch.,  1856-57,  71)  is  the  same,  though  bro\^^l 
to  greenish-black  in  color.    H.  =  3-5  ;  G.  =  2-4.').    From  the  Fleims  valley,  Tyrol. 

3.  Porcellanoits ;  Porcellophiie.    The  -'meerschaum"  of  Taberg  &  Sala  is  a  soft  earthy  serpen- 


*  Jameson  has  seladon-green  (from  Werner)  in  his  Treatise  on  the  External  Charactors  of  Miner 
als,  1805;  and  celandine-green  in  his  System  of  Mineralogy,  L  466,  1816. 
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tine,  resembling  meerschaum  in  external  appearance  (Berlin,  Ak.  11.  Stockh.,  1 840).  This  variety- 
is  sometimes  very  soft  when  lirst  taken  out.  A  variety  resembling  compact  lithomarge  occurs 
at  Middletown,  Delaware  Co.,  Pa.  (anal.  37).  It  has  a  smooth,  porcelain-like  fracture;  £I.=::5  o  , 
(>.  =  2^8. 

4.  Bowenite  Dana  (Miii.,  2G5,  1S50,  Ncplirite  Boicen,  Am.  J.  Sci.,  v.  346,  1822)  is  massive,  of 
very  line  granular  texture,  and  much  resembles  nephrite,  and  was  long  so  called.  It  is  apple- 
f,reen  or  greenish-white  in  color;  (x.  =  2-394 — 2-787,  Bowen  ;  and  it  has  tlie  unusual  hardness  o.'i 
— G,  which  is  some  evidence  that  this  variety  may  be  a  good  species,  although  proved  by  Smith 
&  Brush  to  be  identical  with  serpentine  in  composition.    From  Smithfield,  R.  I. 

B.  Laiiell\ii. 

r>.  AntUjorUe  Schweizer  (Pogg,  xlix.  595,  1840)  is  thin  lamellar  in  structure,  easily  separating' 
into  translucent  or  subtranspareut  tbha  ;  II.  =  2-5;  G.  =  2-ti22;  color  brownish-green  by  reflected! 
light,  and  leek-green  by  transmitted;  feel  smooth,  but  not  greasy.  Polarizes  light,  according  to 
liaidinger.    Named  from  the  localitj'-,  Antigorio  valley,  Piedmont. 

■  6.  Willtamf>d>i  Shepard  (Am.  J.  Sci.,  II.  vi.  2-19,  184S)  is  a  lamellar  impure  serpentine,  of  apple- 
green  color,  with  H.  =:4'5  and  G.  — 2-59 — 2-(;4,  from  Texas,  Pa.  Does  not  doubly  refract^,  Desol. 
Graduates  into  a  massive  granular  variety. 

C.  TiiiN  Foliated. 

7.  MarmoUte  ISTuttall  (Am.  J.  Sci.,  iv.  19,  1822,  but  shown  to  be  a  variety  of  serpentine  by 
Vanuxem,  J.  Acad.  Sci.  Philad.,  iii.  183,  1823)  is  thin  foliated;  the  laminas  l)rittle  but  easily 
separable,  yet  grad:iating  into  a  variety  in  which  they  are  not  separable  (which  variety  has 
sometimes  been  called  in  the  United  States  kerolite).  G.  =  2-41  ;  lustre  pearly;  colors  green- 
ish-white, bluishwhite,  to  pale  asparagus-green.  From  Hoboken,  N.  J.  Folia  from  Hoboken 
without  polarization,  according  to  Websky  ;  feebly  polarizing,  according  to  Descloizeaux. 

5.  ThtriiiOi)liijll'de  A.  Nordeuski(')ld  (Beskrifn.  Fin.  Mm.,  160,  1855,  Hermann,  J.  pr.  Ch.,  Ixxiii. 
'2l.'i).  Occurs  in  small  scaly  crystals  aggregated  into  masses,  with  an  amorphous  steatite-like 
base.  B.B.  crystals  exfohate  like  vermiculite  or  pyrophyllite.  IL  =  2*5;  Ct.  =  2*G1,  Nord. ;  2'56, 
Ilerm.  Lustre  of  cleavage  surface  pearly ;  color  light  brown  to  silver-white  and  yellowish-brown. 
Optically  biaxial ;  the  axial  angle  22''  20';  bisectrix  negative,  normal  to  plane  of  cleavage.  Miller. 
L'roin  llopimsuo,  Finland, 

D.  FiLROUS. 

9.  ChrysoUle  v.  Kobell  (J.  pr,  Ch.,  ii.  297,  1834,  xxx,  467,  18-13;  Schillernder  Asbest ;  Ami- 
anthus pt,)  is  delicately  fibrous,  the  fil)res  usually  flexible  and  easily  separating;  lustre  silky, 
or  silky  metallic;  color  greenish- white,  green,  olive-green,  yellov^,  and  brownish;  Gr.=:2*219. 
Often  constitutes  seams  in  serpentine.  It  includes  most  of  the  silky  amianthus  of  serpentine 
rocks.    The  orig'nal  chrysotiie  was  from  Reichenstein. 

lu.  Picroliie  Hausmann  (Moll's  Efem.,  iv,  401,  1808)  is  columnar,  but  fibres  or  columns  not. 
easily  flexible,  and  often  not  easily  separable,  or  affording  only  a  long  splintery  fracture ;  color' 
dark  green  to  mountain-green,  greenish,  gray,  and  brown.    The  original  was  from  Taberg, 
Sweden. 

MetaxUe  Breithaupt  (Char.,  113,  320,  1832)  is  picrolite,  consisting  of  separable  but  brittle  columns, 
of  a  greenish-white  color,  and  weak  pearly  lustre  ;  1I.=:2  — 2*5  ;  Gr.  =  2'52,  From  Schwarzenberg. 
Passes  into  a  laminated  variety. 

Ba  timorUt  Thomson  (Phil.  Mag,,  xxii.  191,  1843)  is  picrolite  from  Bare  Hills,  Md.,  of  a  grayish- 
green  color;  silky  lustre,  opaque,  or  subtranslucent,  with  H,  =  2*5^3, 

E.  CRfSTALLiziiD  SERPENTINE,  The  obscrvcd  crystals  are  all  pseudomorphs. 
mon  have  the  form  of  chrysoUte,  and  the  annexed  figure  represents  one 
of  this  kind.  Rose  has  observed  some  crystals  which  were  still  partly 
chrysolite.  Delesse  states  that  the  serpentine  of  Odern  graduates  into 
feldspar,  and  appears  to  have  been  derived  from  the  alteration  of  that 
mineral.  Other  kinds  are  pseudomorphs  after  pyroxene,  amphibole, 
spinel,  chondrodite,  garnet,  phlogbpite,  sphene,  and  chromic  iron. 
Even  the  Ibliated  and  fibrous  kinds  may  be  partly  pseudomorphous.  If 
■inarmolite  or  therniophyllit  is  truly  crystallized  serpentine,  as  seems 
proljable.  the  crystallization  of  the  species  is  actually  micaceous^  hke 
tiiat  of  chlorite  and  talc, 

F.  Serpextixe  KoeivS.  Serpentine  often  constitutes  rock-masses. 
It  I're'juently  occurs  mixed  with  more  or  less  of  dolomite,  magnesite,  or 
calcite,  making  a  rock  of  clouded  green,  sometimes  veined  with  white 
or  pale  green,  called  verd-antlque^  or  opJdolite.  Ophiolite  is  styled  by 
Hunt  (I)  do'omtic.  (2)  magnesitic.  or  (3)  calcitic,  according  as  the  ser- 
pentine is  mixed  with  dolomite,  magnesite,  or  calcite.  Serpentine  rock 
is  sometimes  mottled  with  red,  or  has  something  of  the  aspect  of  a  red 
porphyry;  the  reddish  portions  containing  an  unusual  amount  of  oxyd 
of  iron.    Any  serpentine  rock  cut  into  slabs  and  polished,  is  called  ssrpjitine  marble. 


The  most  com- 
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Ccmp. — 0.  ratio  for  Mg,  Si,  H=3  :  4  :  2,  corresponding  to  2  Si,  3  Mg,  2  TIrrSilioa  44*U,  mag- 
nesia 42*['T.  water  12-89.  Formula,  as  commonly  written,  2  .  g  Si+  ]Mg  IP.  But  as  chrysolite  ia 
especially  liable  to  the  change  to  serpentine,  and  chrysolite  is  a  iims  licaie.  and  the  change  consists 
in  a  loss  of  some  Mg,  and  the  addition  of  water,  it  is  probable  that  part  of  the  water  talces  the 
place  of  the  lost  Mg.  so  that  the  mineral  is  essentially  a  hydrated  chrysolite  of  the  formula  (f  JMg+ 
i  11  /  Si  + 1  H.  The  relation  in  0.  ratio  to  kaolinite  and  pinite  corresponds  with  this  view  of  the 
formula. 

Analyses:  A.  Massive  Seiyentine.  1,  Hartwall  (Jahresb.,  ix.  204);  2,  Scheerer  (Pogg.,  Ixviii. 
"28);  3.  Hermann  (J.  pr.  Ch..  xxxii.  499);  4,  Genth  (Am.  J.  Sci.,  II.  xxxiii.  -^01);  5,  Kersten  (J. 
pr.  Ch.,  xxxvii.  167);  6,  Hisinger  (Afhandl.,  iv.  341);  7,  Lychnell  (Ak.  H.  8tockh ,  18-i6.  175); 
S,  Jordan.  9,  Marchand  (J.  pr,  Ch.,  xxxii.  4v^9);  10,  Mosander  (Ak.  H.  Stockh.,  18-J5,  227);  11, 
Lychnell  (h  c);  12,  13,  14,  Schweizer  (J.  pr.  Ch.,  xxxii.  378);  15,  Haughton  (Phil.  Mag.,  IV.  x. 
253);  16,  Lychnell  (1.  c);  17,  C.  W.  Hultmark  (J.  pr.  Ch.,  Ixxix,  378);  18,  A.  E.  Arppe  (Act.  Soc. 
Fenn.,  vi.,  and  Yerh.  Min.  St.  Pet,  1862,  149);  19,  20,  Haughton  (1,  c.) ;  21,  v.  Merz  (Nat.  Ges, 
Zurich,  1861) ;  22,  Yanuxem  (J.  Ac.  Sci.  Philad.,  iii.  133);  2:;,  Lychnell  (1.  c);  24-27,  T.  S.  Hunt 
(Rep.  G.  Can.,  1851,  1857,  1863);  28,  29,  C.  T,  Jackson  (Proc.  Bost.  Soc.  K  Hist,  1856);  30, 
Sharpies  (Am.  J.  Sci.,  II.  xlii.  272);  31-33,  T.  S.  Hunt  (1.  e.) ;  34,  E.  A.  Manice  (priv.  coutrib.); 
35.  (Ellacher  (Jahrb.  G.  Reichs ,  1857,  358);  36,  Smith  &  Brush  (Am.  J.  Sci.,  II.  xv.  212);  37, 
B.  S.  Burton  (priv.  contrib.). 

B.  Lamellar  Serpentine.  38,  Brush  (Am.  J.  Sci.,  IL  xxiv,  128);  39.  Stockar-Escher  (Kenng. 
Uebers.,  '56-57,  72) ;  40,  H.  v.  Gilm  (Ber.  Ak.  Wien,  xxiv.  287) ;  41,  Ivanof  (Jahresb  ,  xxv.  344) ; 
42,  43,  S'jhweizer  (I.e.);  44,  v.  Merz  (L  c.) ;  45,  46,  Smith  &  Brush  (Am.  J.  Sci.,  II.  xv.  212);  47, 
liermann  (J.  pr.  Ch.,  liii  31);  48,  Delesse  (Ann.  d.  M..  IV.  xiv.  78). 

C.  Tldn-foliattd  Serperdine.  49,  Garrett  (this  Min.,  1850,692);  50,  Lychnell  (1.  c.) ;  51,  Shepard 
(Min.,  i.  292,  1835);  52,  53,  Vanuxem  (J.  Acad.  Sci.  Philad.,  iii.  133);"  54,  Hermann  (J.  pr.  Ch., 
xlvi.  230);  55,  Arppe  (Anal,  tinska  Min.,  27);  5h,  Hermann  (J.  pr.  Ch.,  Ixxiii.  21.3);  57,  North- 
cote  (Phil.  Mag,  IV.  xvi.  263,  J.  pr.  Ch.,  Ixxvi.  253). 

^  D.  Ftbrous  or  CO  umnar  carieties.  58,  Stromeyer  (Unters.,  365);  59,  List  (Ann.  Ch.  Pharm., 
Ixxiv.  241);  6it,  Lychnell  (1.  c.) ;  fl,  Rammelsberg  (3d  Suppl,  107);  6  ,  Brewer  (this  Min.,  1850, 
r.92);  63.  V.  Kobeil  (J.  pr.  Ch.,  ii,  297);  64,  Brush  (this  Min.,  1851,  •/83) ;  65,  Reakirt  (Am.  J. 
Sci.,  II.  xviii.  41i»,  ;  66,  Delesse  (1.  c);  h7,  Hultmark  (J.  pr.  Ch.,  Ixxix.  378);  68,  Schaffgotsch 
(Rose,  Reise  Ural,  i.  245);  09,  Gilm  (Ber.  Ak.  Wien,  xxiv.  287);  70,  Schweizer  (1  c.) ;  71,  Kiihn 
(Ann.  Ch.  Pharm.,  hx.  :  69);  72,  Plattner  (Prob.  Loth.,  I'd  edit,  211);  73,  Kilhn  (1.  c);  74,  De- 
lesse (These  Anal.,  24);  75,  T.  S.  Hunt  (Rep.  G.  Can.,  1866,  205);  76,  Hunt  (ib.,  1863,  472);  77, 
Thomson  (Phil.  Mag.,  xxii.  193);  78,  E.  Schmidt  (J.  pr.  Ch.,  xlv.  14) 


A.  Massive  Serpentine. 


Si 

Al 

Fe 

Mg 

H 

1. 

Snarurn,  Pseud.-  Clirys. 

42-97 

0-87 

2-28 

41-66 

12-02  —  100  Hartwall 

2. 

40-71 

2-39 

2  43 

41-48 

12-61=99-62  Scheerer. 

3. 

L.  Auschkul,  " 

40-21 

l-"82 

9-13 

35-08 

13-75=100  Hermann. 

4. 

Webster,  N.  C. " 

43  87 

0-31 

7-17 

38-62 

9-.-.0,  Mn  tr.,  Ni  0-^7,  Ca  0-02, 

chromic  iron  0-57=100-88  Gentli. 

5. 

Schwarzenberg,  Pseud.-  Garnet 

41-50 

4-10 

4<i-34 

12-87,  Mn  0-5,  Na  "'-42.  Ca,  bit.  tr. 

=  99-73  Kersten. 

6. 

Fahlun.  precious  S. 

43-07 

0-25 

1-17 

40-37 

12-45,  C'a  0-5()  =  97-81  Hisinger. 
]  1-6S,  C.  bit  3-4-.'=  100-28  Lychn. 

n 

41-95 

0-37 

2--22 

40 -f.  4 

8. 

u  u 

40-32 

3-33 

41-76 

13-54=98-95  Jordan. 

9 

.1  u 

40-52 

0-21 

3  01 

42  05 

13-85,  bit.  0-3  =  99-94  Marchand. 

10. 

Wermland 

42-34 

0-18 

44-20 

12-38,  C  0-89  =  99-97  Mosander. 

11. 

Sj(;gT  ube 

41-58 

tr. 

2-17 

42-41 

11-29,  C,  bit  3-42  Lychnell. 

12. 

Zermatt,  yw.-gn. 

ii  u 

43-66 

0-64 

1-96 

41-12 

i:-i'57  =  100-95  ^-^ehweizer. 

13. 

43-60 

2-09 

4<t-46 

14-73  =  100-^8  Schweizer. 

14. 

Wallis  Alps,  hkh.-gn. 

44-22 

0-36 

4-90 

36-41 

13-11=100  Schweizer. 

15. 

Zermatt.  pale  gn. 

42-88 

3-80 

40-52 

12-04  =  99-84  Haughton. 

16. 

Sala 

42-16 

2-03 

42  26 

12-33.  C  1-03  Lvchuell. 

17. 

41-02 

1-84 

1-81 

42-21 

12-91,  C  (1-48  Hultmark. 

18. 

Lupikko,  Finland 

42-40 

0-30 

3-81 

39-91 

12-79,  K  0-48  =  '.  9  t.9  Arppe. 

19. 

Galway 

40-12 

tr. 

3-47 

40-04 

13-36,  C  2-00  =  98-99  Haugliton 

•^0. 

Syria 

41-24 

7-41 

36-28 

14  16=99-09  Haughton. 

21. 

Zermatt  Findel  Gl.,  wh.,  qyh.-qn.  42*13 

2--3 

42-90 

13-60=100-8f.  V.  Merz. 

Tl. 

Newburyport,  precious 

42 

1 

40 

14-38  =  97-:-!8  Vanuxem. 

23. 

Massachusetts 

43-20 

5-24 

40-09 

1 1-42  =  99-95  Lychnell. 

24. 

Orford,  Can.,  olive-gn. 

40-30 

7-02 

[39-07]  13  35,  M  0-26,  €r<?-.  =  100  Hunt 
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25.  Orford.  Can.,  bkh.-gn, 

26.  Ham.  Cau.,  gnh.-w. 

27.  S.^racuse,  N.  Y. 
2S.  Roxbury 

20.  Lynulield 

30.  E.  Goshen,  Pa.,  precious 

8!.  Grenville,  Retinalite 
;-;2. 

33.  Calumet  Id.,  " 

34.  Montville,  " 

35.  Monzoni,  Vorhauseriie 

36.  Smithfield,  Boweniie 

37.  Middleto^Ti,  Porcell. 


C51 

r  e 

Mg 

42-90 



7-47 

36-28 

43-40 



3-60 

40-00 

40-67 

5-13 

8-12 

32-61 

42  (JO 



8-30 

35-50 

3  7  '5 

2*5 

41-0 

43-89 



1-38 

40-4S 

39-34 

— 3Pe 

1-80 

43-02 

40'1 0 

1-90 

41  "65 

4 1  -20 

0-80 

43-52 

42-52 

1-96 

42-16 

41-21 

1-72 

39-24 

{%)  42-29 

tr. 

1-21 

42-29 

(1)44-08 

0-30 

1-17 

40-87 

H 

13-14,  Xi  0-15.  -Cr  0-25--^  100-19  H. 
1 0-00= 100  Hunt. 
1-^-77  =  99-30  Hunt. 

13-  01  >,/l'a  0  0  60=100  Jackson. 
15-0,  Oi\  C  4-0  =  99  Jackson. 

13  45  =  99-20  Sharpies. 
15-09  =  9'.<-25  Hunt. 
15  00  =  99-55  Hunt. 

15-  40  =  100-92  Hunt. 

14-  22  =  100-86  Mauice. 

16-  16,  Mn  0-30,  Ca^'P&CaCl 

0-96  =  99-59  (Ellacher 

12-  96,  Ca  0-63  =  99-38  S.  &  B. 

13-  70,  Ca  0-37  =  100-49  Burton. 


38.  Antigoriie 
39. 

40.  Kaiser  Vallev,  Tyrol 

41.  Talovsk,  Ural 

42.  Canton  Wallis,  leek-gn. 

43.  Zermatt,  hh.-gn. 

44.  "  pale  ywh.-gn. 
4  5.  Wl  liamsitt 

46. 

47.  " 

48.  Villa  Rota,  gyJi.-gn. 


B.  Slaty  Serpentine. 


41-58 

2-60 

7*22 

36-80 

40-83 

3-20 

5-84 

36-26 

42-42 

0-65 

5-71 

38-05 

40-80 

3  02 

2-20 

4- ••50 

44-22 

1-10 

5-44 

37-14 

43-78 

2-24 

l<i-87 

2^-21 

42-45 

2-12 

42-56 

41-60 

tr. 

3-24 

41-11 

42-60 

tr. 

1-62 

41-91) 

(?)  44-50 

0-75 

1-39 

39-71 

41-34 

3-22 

5-54 

37-61 

12-67,  Xi,  Cr  ir.  =  100-87  Brush. 
12-37  =  98-86  S.-Eschcr. 
12-91=99-74  Gilm. 
12-t>2,  MnO  20,CaO-42  =  97-16Iv. 

12-  43=100  Schweizer. 
14  6  )=99-70  Schweizer. 

13-  T()=  100-83  V.  Merz. 
12-70,  Xi  0-50  =  99-1 5  S.  &  B. 
12-70,  Xi  0-40  =  99-22  S.  &  B. 
12-75,  Xi  0  90  =  100  Hermann. 
12  06=99-77  Delesse. 


49.  Hoboken,  MarmoHte 

50.  "  " 

51.  Blanford,  " 

52.  Hoboken,  " 

53.  Bare  Hills,  " 

54.  Finland 

55.  "       Titer  mopliyllite 

56.  "  " 

57.  "  » 


C.  Thin-foliated  Serpentine. 


42-32 

0-66  1-28 

42-23 

41  67 

 Fel-64 

41-25 

4i-0o 

 Fe2-70 

41-40 

40- 

 3Fe0-90 

42- 

42-69 

  "  1-16 

40- 

40-'.! 

  1-8 

42-4 

(1)41-20 

1-71  1-20 

39-58 

43-12 

4-91  Fe  1-99 

34-87 

(1)4148 

5-49  1-59 

37  42 

13-80=100-29  Garrett. 
13-80.  C.  bit.  1-37  =  99-73  L. 

15-  57,  Ca  0-93  =  100-70  Shepard. 

16-  45  =  V'9-35  Yanuxem. 
16  11=99-6  Yanuxem. 
15-8  =lo()  Hermann. 

10-84.  K  3-19.  Xa  0-40  =  90-18  A. 
13-14.  Xa  1-33  =  99-36  Hermann. 
10-88,  Xa2-S4=99-7uXorthcote. 


58.  Wermland.  Picrolite 

59.  Reichenstein. 

60.  Tabero;.        '  " 

61.  Texas^  Pa.,  " 
6!. 

•  '3.  Reichenstein.  Clirysoiile 

64.  X.  Haven.  Ct, 

65.  Montville,  X.  J.,  " 

66.  Yosges, 

67.  Sala", 

h8.  Gornoschit 

69.  Preo-ratten,  Tvrol 

70.  Zillerthal 

71.  Schwarzenberg,  Metaxite 
7  J.        "  " 

73.  Reiclieustein,  " 

74.  " 

75.  Petite  Xation.  Can. 

76.  Bolton,  Canada 

77.  Bare  Hills,  Baltimorite 

78.  Z^bUtz,  Asbestus 


D.  Fibrous  or  Columnar  Varieties. 


41-66 

4-05 

37-16 

44-61 

2-63 

39-75 

40-98 

0-73 

8-94 

33-44 

43-79 

2-05 

41-03 

44-25 

4-90 

3-67 

34-00 

43-50 

0-40 

2-08 

40-00 

44-05 

2-53 

39-24 

42-62 

0-38 

0-27 

42-67 

41-58 

0  42 

1-69 

42-61 

41-03 

1  4H 

1-25 

42-31 

43-73 

0-81 

6-11 

37-72 

42-81 

0-62 

5-98 

38-71 

41-69 

1  56 

2-07 

40-33 

43-48 

2-20 

41-00 

43  60 

6-10Fe2-8o 

34-24 

44-4  8 

2-34 

40-f.O 

42-1 

0-4 

3-0 

41-9 

43-65 

1-46 

41-57 

43-70 

3-51 

40-68 

40-95 

1-50 

10-05 

34-74 

43-70 

2-76 

10-03 

29-96 

14-72.^n  2-25  =  99-84  Stromeyer. 
12-57  =  99-56  List. 
12-86,  C  1-73  =  98-68  Lychnell. 
12-47=9^^-34  Rammelsberg. 

12-  3-2.  Xi  0-69  =  99-83  Brewer. 
1:^-80  =  99 -7 8  Kobell. 

13-  49  =  99-31  Brush. 

14-  25  =  100-19  Reakirt. 
13-70=100  Delesse. 

13-72,  Mn,  C  /r.  =  99-74  Hultm. 

11-  63  =  1 00  Scliaffgotsch. 
12  54  =  100-04  Gilm. 

12-  82  =  98-47  Schweizer. 
12-95  =  99-63  Kiihn. 

12-  67=99-41  Plattner. 
12  35  =  99-77  Kiihn. 

13-  06  =  100  Delesse. 
13-48=100-16  Hunt. 
12-45=  100-34  Hunt. 
12-60  =  99-80  Thomson. 

12-27,  Xa  1-98  =  100-70  SchmidL 
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In  anal.  3,  G.^^'oT;  12.  G.=r2-546-2-553  ;  13,  G.  =  2-547;  24,  G.  =  2-597;  26,  G.  =  2-546,  40, 
G.-2  51I3;  4];  G.  =  2'55;  44,  H.  =  3-5;  48,  G.  =  2-644;  64,  G.  =  2-49;  76,  G.  =  2-6  7.  No.  34 
iiccoinijanics  the  cbrysotile  of  No.  65. 

On  composition  of  serpentine  o-ocks,  and  of  the  carbonate  mixed  with  serpentine  in  verd- 
antique  marble,  see  Jackson  in  Proc.  N.  H.-S.  Bost.,  1856,  and  Am.  J.  Sci.,  II.  xxiii.  123  ;  T.  iS. 
Jli'.nt,  Am.  J,  Sci..  TI.  xxvi  234.  and  Logan's  Rep.,  1863,  p.  609 ;  also  Haughion,  Phil.  Mag.,  lY.  x. 
233,  where  he  gives  the  composition  of  the  red  base  of  a  "serpentine  porphyry,"  so  called 
lieoause  of  its  aspect;  C.  Schmidt,  Ann.  Ch.  Pharm.,  cii.  190,  on  the  rock  near  the  Tuscan  boric 
acid  fumaroles. 

An  impure  serpentine  from  Aker,  Sudermannland.  transparent  and  yellowish,  afforded  Lych- 
nell  (Ak.  H.  Stockh.,  1826)  §i  35  28,  Al  13-73,  Fe  179,  Mg  35-35,  H  7*33,  C  and  bitumen  6*28= 
99-76.    Berzeiius  referred  it  to  pyrosclerite. 

Yon  Hauer  analyzed  a  mineral  from  near  Baltimore,  which  he  calls  baliimorite,  that  afforded 
him  (Jahrb.  G.  Reichs.,  1853)  Si  27-15,  Al  18*54,  Ca  15'08,  Mg  26-00,  H  13-23  =  UiO.  G.  J.  Brush 
found  in  the  metaxite  of  Schwarzenberg  (priv.  contrib.)  only  0-78  p.  c.  of  ^1,  with  45-03  Si,  and 
2-98  Fe. 

Niittall  gave  the  following  incorrect  analysis  of  the  marmolite  of  Hoboken  in  connection  with 
his  first  description  of  the  mineral  (Am.  J.  Sci.,  iv.  21,  1822):  Si  36-0,  Mg  46-0,  Ca  2'0,  Fe  and 
izv  0-5,  H  15-0. 

Stromeyer  found  of  oxyd  of  nickel  0*32  to  0*45  p.  c.  in  the  serpentine  of  Roraas  ;  0-30  in  that 
of  Sundal;  and  0'22  in  that  of  Saxony.  LynchneU  obtained  2*24  p.  c.  from  one  serpentine.  * 
Hunt  has  detected  it  in  the  serpentine  of  the  Green  Mountains  generally,  that  of  Roxbury,  Yt.,  of 
New  Haven,  Ct..  of  Hoboken,  N.  J.,  of  Cornwall,  Eng.,  of  Banffshire.  Scotl.,  of  the  Yosges,  Fr. ; 
but  none  in  the  ophiolites  of  the  Azoic  (Laurentiau)  rocks  of  Canada,  or  the  serpentine  of 
Easton,  Pa.,  or  of  the  wax-yellow  variety  of  Montville,  N.  J.,  or  an  olive-green  from  Phillips- 
town,  N.  Y.,  or  a  vellowish-green  from  Newburyport,  Mass.,  having  G.  =  2-551.  See  also  anal. 
4.  4o-47,  62. 

Pyr.,  etc. — In  the  closed  tube  yields  water.  B.B,  fuses  on  the  edges  with  difficulty.  F.  =  6. 
(iives  usually  an  iron  reaotion.  Decomposed  by  muriatic  and  sulphuric  acids.  Chrysotile  leaves 
the  silica  hi  tine  fibres. 

Obs  — Serpentine  often  constitutes  mountain  masses.  It  is  a  metamorphic  rock,  it  resulting 
IVom  the  alteration  of  other  rocks,  and  mostly  of  those  of  sedimentary  origin ;  and'  is  of  various 
periods  in  origin,  from  the  Azoic  age  upward. 

Cry.  tals  of  serpentine  i  pseudomorphous)  occur  in  the  Fassa  valley,  Tyrol ;  near  Miask  at  Lake 
Auschkul,  Barsovka,  Katliarinenburg,  and  elsewhere  ;  in  Norway,  at  Snarum  ;  etc.  Fine  precious 
serpentines  come  from  Falilun  and  (xulsju  in  Sweden,  the  Isle  of  Man,  the  neighborhood  of  Port- 
soy m  Aberdeenshine,  in  Cornwall,  Corsica,  Siberia,  Saxony,  etc.  The  names  of  many  localities 
are  given  above. 

In  N.  America,  in  Maine,  at  Deer  Isle,  precious  serpentine  of  a  light  green  color  In 
YtrmGnt  at  New  Fane,  Cavendish,  Jay.  Roxbury.  Troy,  Y'esilield.  In  Mass..  fine  at  Newbury- 
port :  at  Planford  with  schiller  spar,  and  the  marmohte  variety ;  also  at  "Westfield,  Middlefield, 
Lynnfield,  Newburyport,  and  elsewiiere.  In  AT  Island,  at  Newport ;  the  bowenite  at  Smithtield. 
In  Conn.,  near  New  Haven  and  Milford,  at  the  verd-antique  quarries.  InY.  York,  at  Phillipstown 
in  the  Highlands ;  at  Port  Henry.  Essex  Co. ;  at  Antwerp,  Jefterson  Co.,  in  crystals ;  at  Syracuse, 
east  of  Major  Burnet's,  iuteresting  varieties;  in  Gouverneur,  St.  LaAvrence  Co.,  in  crystals,  and 
also  in  Rossie,  two  miles  north  of  Somerville ;  at  Johnsburg  in  AVarren  Co  ;  Davenport's  Neck, 
"Westchester  Co..  affording  tine  cabinet  specimens :  in  Cornwall,  Monroe,  and  Warwick,  Orange 
Co..  sorcetimes  in  large  crystals  at  Warwick;  and  from  Richmond  to  New  Brighton,  Richmond 
Co,  In  X.  Jtrsty.  at  Hoboken,  with  brucite,  magnesite,  etc.,  and  the  marmolite  variety;  also  at 
1  rankfort  and  Bryan  ;  at  Montville,  Morris  Co.,  silky  fibrous  (chrysotile)  and  retinalite,  with  com- 
mon serpentine.  In  Penn.,  massive,  fibrous,  and  foliated,  of  various  colors,  purple,  brown,  green, 
and  gray,  at  Texas,  Lancaster  Co. ;  also  at  Nottingham  and  West  Goshen,  Chester  Co. ;  at  West- 
chester, Chester  Co..  the  vj'dliamsite;  at  Mineral  Hill,  Newtown.  ^larple,  and  Middletowai,  Dela- 
ware Co. ;  a  variety  looking  like  meerschaum  or  lithomarge  at  Middletown ;  at  Easton,  pseudo- 
morphous  after  pyroxene  and  amphibole.  In  Maryland,  at  Bare  Hills  ;  at  Cooptown,  Harford  Co.. 
with  diallage ;  also  in  the  north  part  of  Cecil  Co.  In  Canada,  at  Orford,  Ham,  Bolton,  etc.  In 
K.  Brunsv:ick,  at  Crow's  Nest  in  Portland. 

Serpentine  admits  of  a  high  polish,  and  may  be  turned  in  a  lathe,  and  is  sometimes  employed 
as  a  material  for  ornaments,  vases,  boxes,  etc.  At  Zoblitz  in  Saxony,  Bayreuth,  and  in  Franconia, 
several  hundred  persons  are  employed  in  this  manufacture.  Yerd-antique  marble  is  clouded  with 
green  of  various  .nhades,  and  is  a  beautiful  material  for  table  and  ornamental  indoor  work.  Ex- 
posed to  the  weather  it  wears  uneven,  owing  to  its  unequal  hardness,  and  soon  loses  its  polished 
surface. 

The  names  Serpentine,  Ophite,  Lapis  colubrinus,  allude  to  the  green  serpent-like  cloudings  of  the 
serpentine  marble.     Retinalite  is  from  /iem-r;,  resin;  Picrolite,  from  Trj/rpdj,  bitter,  in  allusion  to  the 
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magnesia  (or  Bittererde)  present;  ThermophylUte,  from  Gioun^  heat,  and  ^r-XAo.',  leaf,  on  account 
of  tlie  exfoliation  when  heated;  Chrysotile,  from  )(ova6  ,  go'den,  and  tiX'h,  Jih'oufi ;  Metaxiie,  from 
/<ir,j^/,  5/7.^-;  Marmolife,  from  fiaonaifjo},  I  shine,  "in  allusion  to  its  pearly  and  somewhat  metallic 
lustre  "  (Xuttall). 

Artif. — Formed  by  A.  G-ages  in  a  transparent  amorphous  mass,  by  placing  a  solution  of  gelat- 
inous silicate  of  magnesia  in  a  dilute  solution  of  potash.  It  is  deposited  after  some  months'  stand- 
ing.   (Rep.  Brit.  Assoc.,  Ib63,  20o.) 

412.  Bastite.  or  Schiller  Spar.  {Ta\kart  v.  Trehra,  Erfuhr.  Inn.  Gebirge,  97,  1785.  Schil- 
lerspath  (fr.  Baste)  Heye/',  Crell's  Ann.,  17S6,  i.  oSo.  ii.  147.  Schillersteiu  Wtrn.,  180'',  Ludw.,  50, 
18'i:).  Diallage  pt.  H.,  Tr.,  1801.  Metalloidal  diallage  pt.  Bastit  Head.,  Handb.,  528,  1845.1 
Bastite  is  an  impure  foliated  serpentiue,  occurring  imbedded  in  serpentine  rock,  and  is  supposed 
to  be  a  result  of  the  alteration  of  a  fohated  mineral  of  the  Pyroxene  group,  as  long  since  announced 
by  Ct.  Rose.  That  of  Baste,  the  original  locality,  was  derived,  according  to  Streug.  from  the 
eustatite  (protobastite)  of  the  region  (see  Enstatite,  p.  208).  It  has  H.  =  3-5— 4  ;  G.:::^2-5  — 2-7G; 
lustre  metallic  pearly,  bronze-like  (to  which  the  German  name  schUltr  aUudesi,  to  vitreous,  and 
color  leek-green  to  ohve-  and  pistachio-green,  and  pinchbeck-brown.  Besides  the  direction  of 
perfect  cleavage,  ihere  are  two  inclined  to  one  another  about  87  (Xaumann',  which  is  the  cleav- 
age of  enstatite  and  hyperstheue.  According  to  Descloizeaux.  it  is  probably  orthorhombic.  and 
has  a  negative  bisectrix,  which  is  normal  to  the  plane  of  cleavage,  and  gives  for  the  axial  diver- 
gence 60  to  70'.  A  kind  from  Todtmoos  in  the  Schwarzwald  is  thin  foliated  c  eavable,  and  has  a 
dark  green  color,  but  is  metallic  pearly  on  the  cleavage-face;  H.  =  3'4;  G-.=2*55;  and  shows 
under  the  microscope  in  polarized  light  that  it  is  not  homogeneous. 

Analyses:  1,  2,  Kohler  (Pogg.,  xi^  192);  3,       Hetzer  (C.  E.  Weiss,  Pogg.,  cxix.  446)  : 


Si      Al  €r 

1.  Baste,  cryst.       43-90    1*50  2-87 

2.  "     massive    42-36  2-17   

3.  Todtmoos      (f)  43*77    6' 10   

*  With  some  Cr^  O^- 


Fe  Mn  Mg  Ca  K,  Xa  II 

10-78  0-55  26-nO  2-70  0-47    12-42  =  100  69. 

13-27^  0-85  28-90  (t-63   ■    1 2  07  =  1 0' r25. 

7-14    3(.-92  1-17  2-791^     bol^  100-40. 

^  1-67  C  O"  plus  M-2  org.  subst. 


In  tlie  closed  tube  it  affords  ammorJacal  water.  B  B.  becomes  brown  and  is  slightly  rounded  on 
the  thin  edges.  "With  borax  reactions  of  iron.  Imperfectly  decomposed  by  muriatic  acid,  com- 
pletely so  l)y  sulphuric.  A  mineral  resembling'  :schiller  spar  occurs  in  serpentine  in  Middletown, 
Delaware  Co..  Pa. 

P/<tt.i^//2€  ( Phastin  Brelth..  Char..  29.  i8n,  1823,  115,  1832)  resembles  somewhat  schiller  spar, 
and,  according  to  Breithaupt,  is  altered  bronzite.    It  is  fohated,  but  the  cleavage  is  not  very  easy ; 

l  — 1^;  G.  =  2*s-j;5;  lustre  pearly ;  color  yellowish-gray;  feel  greasy,  tolc-like.  It  is  from 
Kupferberg  in  the  Fichtelgebirge,  and  occurs  distributed  through  serpentiue.  It  has  not  been 
analyzed. 

413.  DEWEYLITE.    Emmons,  Man.  Min.  and  Geol.,  1826.    Gymnite  Thomson,  Phil.  Mag., 

xxii.  191,  1843. 

Amorplioiis.  and  having  some  resemblance  to  gum  arable,  or  a  bro\vnisli 
or  Yellow  resin. 

il.  =  -2-3'5.  G.=:2-:>46,  Middlefield,  Shepard  ;  21i)-2-31,  Bare  Hills, 
Tyson;  2-2IG,  ib.,  Thomson;  1-936  — 2-155,  Tyrol,  (Ellacher.  .  Lii^^tre 
greasy.  Color  whitisli,  yellowish,  wine-yellow,  greenish,  reddish.  Trans- 
lucent.   Brittle,  and  often  much  cracked. 

Comp.— 0.  ratio  for  %  Si,  H  — 2  :  3  :  3.  Formula  (|- Mg  +  ^  II)  Si  + ^  H=Silica  40-2,  magnesia 
35-7,  water  24-1  =  1  On. 

Analyses:  1,  Shepard  (Am,  J.  Sci.,  xviii.  31.  1830,  analysis  imperfect):  2,  Brush  (this  Min., 
2?6,  1854),  3,  Thomson  (Phil  Mag.,  1843,  J 91);  4,  (Ellacher  (ZS.  G-..  iii.  -222;;  5,  v.  XobeU 
{MAnch.  gcL  Anz .  1851,  xxxiii.  Ij;  6,  Widtermann  (Jahrb.  G.  Reichs.,  iv.  hi'o,  lt53);  7, 
Hausliofer  (J.  pr.  Ch.,  xcix.  240): 

Si       Mg       H  Fe 

1.  Middleficld  40        40        20   =100  Shepard. 

2.  Texas,  Pa.  4o-15    35-95    2U'25  ,  A:U?-.  =  99  35  Brush. 


470 


OXYGEN  COMPOUNDS. 


Si       "kg      fi  3Fe 

3.  Bare  Hills,  Md.       40-16    36-00    21-60    1-16,  Ca  0-80,  Xl  ^r.  =  99-72  Thomson. 

4.  Tyrol,  Fleims  Val.   40-40    35-85    22-6<>    0-:S8,  apatite  0-78=  100  (Ellaclier. 

5.  "         *•       "      41-50    38-30    20-50   =  K  0-.50  Kobell. 

H.      "         "       "(1)40-82    36-06    21-72    0-42,  C  0-59  =  y9-61  Widtermann. 
7.  Passau  45-5     34-5      20  0   =100''  Haushofer, 

*  After  separation  of  4  TS  Cu  0  C  0^  0-S6  Fe'  0^ 
G.  of  anal.  6  =  2-136;  of  anal  7,  2-107. 

Pyr.,  etc. — In  the  closed  tube  gives  off  mnch  water.  B.B.  becomes  opaque,  and  fuses  on  th€ 
edges.    Decomposed  by  hydrochloric  acid. 

Obs. — Occurs  with  serpentine  at  the  localities  above  mentioned. 

Named  after  Prof  Chester  Dewey.  The  gymnite  of  Thomson,  named  from  yvfjvog,  naked,  in 
allusion  to  tlie  locahty  at  Bare  Hills,  Md.,  is  the  same  species. 

Thomson  found  in  another  mineral  from  the  United  States,  labelled  Deweylite  (G.  =  2*0964),  Si 
50-70,  Mg  23-65,  H  20-60,  A\  3-55,  Fe  1-70  (Am.  J.  Sci.,  xxxi.  173);  and  in  another  allied  min- 
eral, Si  41-42,  Mg  23-53,  Na  6-25,  H  19-86,  A\  4  47,  €e  3-57,  Fe  tr. 

Artif. — Formed  by  A.  G-agcs  by  the  method  mentioned  under  Serpentine  (p.  465). 

414.  CEROLITE.  Kerolith  Breiihaupt,  Char.,  145,  254,  1823.  Cerohth  Clock,  1831.  Kerolite. 
Massive,  reniform,  compact  or  lamellar. 

H.=2— 2*5.  G.=2*3— 2*4.  Lustre  vitreous  or  resinous.  Color  greenish 
or  yellowish-white,  yellow,  reddish.  Streak  uncolored.  Transparent — trans- 
lucent. Feel  greasy.  Fracture  conchoidal.  Does  not  adhere  to  the  tongue. 

Conap. — 0.  ratio  for  R,  Si,  H=l  :  2  :  H;  formula,  if  two-thirds  of  the  water  is  basic,  (iTl  + 
-i-Mg)  Si+iaq;  making  it  thus  a  unisilicate  like  deweylite,  which  species  cerolite  closely  resem- 
bles in  physical  characters.  It  differs  in  composition  from  aphrodite,  however,  only  in  containing 
half  more  water.    Analyses  :  1,  2,  Kiihn  (Ann.  Ch.  Pharm.,  lix.  368)*: 

Si       Mg  H 

I.Silesia  47-34  29-84  21  04=98-22  Kiihn. 
2.      "      .46-96    31-26    21-22  =  99-44  Kiihn. 

Maak  obtained  (Schw.  J.,  Iv.  1829)  for  the  same  mineral  gi  37-95,  ^1  12-18,  Mg  18-02,  31-OC 
=  99-15,  But  Kiihn  states  that  he  and  his  laboratory  pupils  found  no  alumina,  and  that  Maak's 
analysis  must  be  incorract.  Kiihn  dried  his  nSineral  at  100°  C.  before  the  analysis,  and  hence  the 
less  water. 

Pyr.,  etc. —  B.B.  blackens,  but  does  not  fuse. 

Obs. — From  Frankenstein  in  Silesia,  associated  with  serpentine,  and  also,  according  to  Kiihn, 
brucite.    Breithaupt  unites  deweylite  to  cerolite, 

Melling  obtained  for  a  mineral  from  Zobhtz,  similar  to  the  above,  Si  47-13,  Mg  3613,  fl  11-50, 
Al  2-57,  Fe  2-9-2=  100-25  (Ramm.,  1st  Suppl.,  79).  Hermann  obtained  for  an  apple-green  variety 
from  Lake  Itkul  (Bull.  Soc.  Nat.  Mosc,  xxxviii.  481),  gi  47-06,  Ni  2-80,  Mg  31-81,  H  18-33  =  100. 
G.  =  2-27. 

The  name  Cerolite  is  from  /.-rjpd?,  wax,  and  \i6ji. 

415.  HYDROPHITE.    Svanherg,  Ak  H.  Stockh.,  1839,  Pogg.,  li.  525.    Jenkinsite  Shepard, 

Am,  J.  Sci.,  II.  xiii.  392,  1852.  Eisengymnit. 

Massive  ;  sometimes  in  fibi'ous  crusts. 

H.  =  2-5  — 3-5.  G.  =  2-05,  hydrophite ;  24—2*6,  jenkinsite.  Lustre 
feeble,  subvitreous.  Color  mountain-green  to  blackish-green.  Streak 
]»aler.    Translucent  to  opaque. 

Comp. — Same  as  for  deweyhte,  except  a  replacement  of  part  of  the  magnesia  by  protoxyd  of 
iron.    Analyses  :  1,  L.  Svanberg  (1.  c.) ;  2,  3,  Smith  &  Brush  (Am,  J.  Sci,,  II.  xvi.  369)  : 
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Si  ^1  Fe  Mn  %  11 

\.  Ihldmphite      3G-19  2-90  22-73  1-G6  2108  1 6-08,  Y  0-11 5  =  100-755  Svauberg. 

2.  Jenlinsite         ?>S-i)l  (i-53  19-:!0  4'36  22-87  18-36  =  D9-39  S.  &  B. 

3.  "              37-42  0-98  -/U-GO  4  05  22-75  13-48  =  99-28  S.  &  B. 

Smith  Sc  Brush  find  in  jeukinsite  the  oxygen  ratio  for  the  protoxyds,  silica,  and  water,  8:4:  2^, 
a. id  they  nieiilion  the  nearness  to  Ijolh  hydrophite  and  serpentine.  Websky  regards  hydrophita 
as  mipure  n.daxite  (ZS.  G.  Ges..  x.  2>4). 

i-yr.,  etc. — In  the  closed  tulje  gives  off  water.  B.B.  blackens,  and  fuses  at  about  3  to  a  black 
magnetic  globule.  AVith  the  huxes  gives  reactions  for  iron  and  manganese.  Decomposed  by 
acids. 

Obs. — Hydrophite  occurs  at  Taberg  in  Smaland ;  and  jenkinsite  at  O'Xeil's  mine  in  Orange 
Co.,  N.  y.,  as  a  fibrous  incrustation  on  magnetite. 

Named  Hijdrophite  in  allusion  to  the  water  present ;  and  Jenkinsite  after  J.  Jenkins  of 
Monroe. 

41 5 A.  Dermatix  Bre'dTiaufd,  Char.,  104,  1832.    Massive,  reniforra,  or  in  crusts  on  serpentine, 
of  a  resinous  lustre  and  green  color.    Feel  greasy ;  odor,  when  moistened,  argillaceous. 
Compos  'dion,  according  to  Ficinus  (Min.  Ges.  zu  Dresden,  ii.  215) : 

Si       ^1      Fe      Mn     Mg      Ca      Xa    H,  C 
1.  35  80    0-42    11-33    2-25    23-70    0-83    O'SO    25-2O  =  100-n3. 
2.40-17    0-83    14u0    1-17    19-33    0'S3    1*33    22-00,8  0  43  =  100-09. 

Formula  (Mg,  Fe)^Si-+6H?,  but  probably  a  mixture.    B.B.  blackens  and  cracks. 
From  AValdhcim  in  Saxony.    The  name  is  from  6ii>iin,  skin,  alluding  to  its  occurrence  as  at. 
incrustation. 

416.  GENTHITE.    Nickel-G}Tnnite  Genth,  Kell.  &  Tiedm.  Monatsb.,  iii.  487,  1851.  Gentliite 
Dana,  Am.  J.  Sci.,  XL  xliv.  256,  1867. 

Amorphous,  with  a  delicately  liemispherical  or  stalactitic  surface,  iiicrust- 
iug. 

H.  =  3— 4;  sometimes  (as  at  Micliipicoteu)  so  soft  as  to  be  polished 
uiider  the  nail,  and  tall  to  pieces  in  water.  G.  =  2409.  Lustre  resinous. 
Color  pale  apple-green,  or  yellowish.  Streak  greenish-white.  Opaque  to 
translucent. 

Comp.— 0.  ratio  for  R,  Si,  H=2  :  3  :  3,  or  the  same  as  for  deweylite ;  formula  (f  (Xi,  Mg)+i 
Ii)-  Si-l-ii  H,  being  a  nickel-gjinnite.  Analyses:  1,  Genth  (1.  c.j;  2,  T.  S.  Hunt  (Eep.  G.  Can., 
18G3.  507): 

Si  Ni         Fe         Mg         Ca  H 

1.  Texas,  Pa.  35-36       3()-64       0-24       14  60       0-26       19-09  =  100-19  Genth. 

2.  Michipicoten  Id.     33  60       30-40       2-25         3-55       4-uy       17-10,  Al  «-4ij=99-89  Hunt. 

After  drying  at  a  temperature  above  100°  C,  Hunt  obtained  (1.  c.)  gi  35-80.  Xi  32-20,  H  12-20. 

Pyr.,  etc.— In  the  closed  tube  blackens  and  gives  off  water.  B.B.  infusible.  With  borax  iu 
O.F.  gives  a  violet  bead,  becoming  gray  in  R  F.  (nickel).  Decomposed  by  muriatic  acid  without 
gelatinizing. 

Obs — From  Texas,  Lancaster  Co.,  Pa.,  in  tliin  crusts  on  chromic  iron;  and  from  Web.ster, 
Jackson  Co.,  N.  C.  with  chromic  iron  in  serpentine,  as  an  amorphous,  reniform,  apple-green 
hicrustation  ;  on  Michipicoteu  Id..  Lake  Superior,  of  a  greenish-yellow  to  apple-green  color.  Also 
reported  Irom  near  Malaga,  Spain,  with  ehromite  and  talcose  schist;  and  by  Wiser,  from  Saasnhal 
in  the  Upper  Valais. 

J-iutii.iitt  Breith.  (B.  H,  Ztg.,  xviii.  1,  1859)  may  be  essentially  the  above.  It  occurs  with  phos- 
phate of  nifkel  at  Ruttis  in  Voigtland,  in  amorphous  masses  and  reniform  incrustations,  apple- 
green  or  emerald-green,  of  little  lustre,  translucent  to  subtranslucent,  but  opa^iue  when  earthy, 
with  H.  =  2  — 2-25,  and  G.  =  2-358  — 2-37().  Winkler  deduces  the  formula  Si^-;;  II;  and 
publishes  as  the  result  of  his  analysis  (1.  c.)  Si  :-;'.'-15,  Al  4-o8,  Fe  0-81,  Xi  8.J-S7,  II  11-17,  with 
Co  0-67,  Cu  0  40,  P  2-70,  As  (cSo.  But  his  summation  of  these  numbers  is  lo0-79,  or  4-54  more 
than  they  foot  up  ;  and  there  is  here  an  unexplained  error.  The  mineral,  as  Brush  has  observed, 
is  probably  nickel -gy mnite. 
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417.  SAPONITE.  Terra  porcellanea  particulis  impalpabilibus  mollis,  pt.,  Brianzoner  Krita  pt., 
Smectis,  Engelsk  Walklera,  a  hwit  (Laiidrend  i  Coruwall),  Cronst,  75,  1758.  Seifenstein  (fr. 
Cornwall)  Elapr.,  Schrift.  nat.  Ges.  Berlin,  vii.  163,  1787,  Beitr.,  ii.  180,  v.  22.  Steatite  of 
Cornwall  Kinu.,  Min.,  i.  152,  1794.  Soapstoue  pt.  Pierre  a  Savon  K  Saponit  Svanberg,  Ak. 
H.  Stockh.,  1840,  153.  Piotiue  Svanberg,  Pogg.,  liv.  267,  1841,  Ivii.  165.  Thalite  Owen,  J.  Ac. 
Philad.,  11.  ii.  179,  1852. 

Massive.    In  nodules,  or  filling  cavities. 

Soft,  like  butter  or  cheese,  but  brittle  on  drying.  G.  — 2'266.  Lustre 
greasy.  Color  white,  yellowish,  grayish-green,  bluish,  reddish.  Does  not 
adhere  to  the  tongue. 

C-mp. — A  hydrous  silicate  of  magnesia  and  alumina;  but  analyses  give,  naturally,  no  uniform 
results  for  such  an  amorphous  material.  i::upposing  the  alumina  present  as  kaolinite,  the  rest, 
according  to  most  of  the  analyses,  is  a  silicate  allied  to  aphrodite,  as  if  the  mineral  were  a  mixture 
of  the  two.  Analyses:  1,  Klaproth  (1.  c.) ;  2,  Svanberg  (1.  c);  3,  Haughton  (Phil,  Mag..  IV.  x. 
253);  4,  Svanberg  (1.  c.) ;  5,  6,  Smith  &  Brush  (Am.  J.  Sci.,  II.  xvi.  368) ;  7,  8.  Reakirt  and  Keyser 
(Am.  J.  Sci.,  n.  xvii.  130): 


Si 

^1  Pe 

1. 

Cornwall  45-(iO 

9-25  I-OO 

2. 

46-8 

8-0  0-4 

3. 

"  (1)42-28 

7-2  L   

4. 

Piotine  50-89 

9-40  2-06 

6. 

Thalite  45-60 

4-87  2-09 

6. 

48-89 

7-23  2-46 

7. 

"  44-07 

4-72  1-70 

8. 

"  4466 

7-79 

Mg  Ca  Xa  K 

24  75      0-75 

33-3  0-7     

'29-70  

'26-52  (1-78  

24-10  1  07  0-45 

24-17    0-81 

21-49  3-75  undet. 

26-60^   0-16  0-12 


18-00=98-75  KHaproth. 
ll-0=l(i0-2  Svanberg. 

18-  92  Haughton. 
10-50=100-15  Svanberg. 
20-66  =  98-84  Smith  &  Brush. 
l5-6n  =  99-22  Smith  &  Brush. 

19-  96  Reakirt. 
undet.  Keyser. 


^  Contains  some  lime. 

The  oxygen  ratio  for  R,  fi,  Si,  H,  in  1,  is  about  2:1  :  5  :  3+ ;  in  2,  3i  :  1  :  6.V  :  2^ ;  in  3,  3| : 
1:7:5+;  in  4,  2  :  1  :  5^  :  2  ;  in  5,  3^  :  1:8^:6^;  in  6.  2^  :  1  :  6^  :  3:^ ;  in  7.  5  :  1  :  llf  :  9. 

Pyr.,  etc. — B.B.  gives  out  water  and  blackens  ;  thin  splinters  fuse  with  difficulty  on  tlie  edges. 
Decomposed  by  sulphuric  acid. 

Obs. — Occurs  at  Lizard's  Point,  Cornwall,  in  v^eins  in  serpentine:  in  the  geodes  of  datohte  at 
Roaring  Brook,  near  Xew  Haven,  Ct. ;  in  the  trap  of  the  north  shore  of  Lake  Superior,  between 
Pigeon  I  oint  and  Fond  du  Lac,  in  amygdaloid  {thalite  of  Owen);  at  Svardsjo  in  Dalarne  {piotine 
and  saponitt). 

Saponite  is  from  sapo,  soap;  and  piotine  from  Tnu-rji;,  fat. 

Another  similar  mineral,  associated  with  chalilite  of  Thomson  in  amygdaloid  at  Antrim,  Ireland, 
afforded  von  Hauer  iKenngotfs  Min.  Xot.,  No.  11)  gi  44-11,  Al  10  90,  Fe  Wo,  Mg  13-01,  Ca 
6-74,  Mn  and  K  tr.,  ign.  24-07  =  99-88;  oxygen  ratio  nearly  4^  :  3  :  13,l  :  12  ;  or  for  R  +  ff  and 
Si,  1  :  I -8.  It  has  H.  =  2,  and  is  fragile;  lustre  waxy;  color  isabella-yellow,  or  brownish.  Softens 
or  slacks  in  water,    ^^oluble  in  muriatic  acid,  affording  pulverulent  silica. 

418.  PHOLERITE.    Pholerite  Guillemin,  Ann.  d.  M.,  xi.  489,  1825.    Pholerite  ^i.  of  many 
authors.    Pholerite,  Pelitische  Felsittuffe  von  Chemnitz,  A.  Knop.,  Jahrb.  Min.,  1859,  540. 

Ortliorliombic.  In  rhombic  and  hexagonal  scales,  like  tliose  of  kaolinite. 
Occurs  clay-like  and  compact  massive,  consisting  of  an  aggregation  of 
scales. 

H.  =  1  —  2-5.  G.  =  2-35 — 2-57.  Lustre  of  scales  pearly.  Color  white, 
grayish-white,  gi-eenish-wliite,  yellowish,  reddish-brown,  violet.  Doubly 
refracting,  Ivnop. 

Comp.— 0.  ratio  for  R,  Si,  H=3  :  3  :  2;  APSi'-i- 4 H= Silica  19-.3,  alumina  45-0,  water  15-7  = 
100.  Analyses:  1,  2,  Guillemin  (1.  c.) ;  3,  A.  Knop  (Jahrb.  :Miu.,  185'^  540);  4,  J.  L.  Smith  (Am 
J.  Sci.,  II.  xi.  58);  5,  Mallet  (Shep.  Min.,  1857,  Suppl.  to  Append.,  p.  iv.j: 
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Al      ¥e      M-      Ca      K  H 


1.  Fius  42  9o  42  07          ]5-0.i=:](.0  Guilleuiin. 

2.  "  4I-G5  4;J-35          15-0ii=  lOO  Guilleiuin. 

3.  Chemnitz  39-34        45-90        14-76=  1 0(j  Kuop. 

4.  Schemiiitz  42-4o  4i-81    tr.    12-92  =  9Si8  tSmith. 

5.  Jacksonville,  Ala.  42-19  41-30     0-82    1-09  14-2u  =  9l.-60  :Slallet. 

Pyr.,  etc. — Yields  water.  B.B.  infusible.  Gives  a  blue  color  with  cobalt  solution.  Insoluble  in  acids. 

Obs. — The  pholerite  of  Guillemin  was  from  nodules  of  iron  ore  in  the  coal  mines  of  Fins,  Dept. 
of  Alher,  France.  The  Chemnitz  mine  ral  is  irom  Xiedeinibenstein  (and  also  at  Zeisigwald,  etc, 
where  it  constitutes  a  rocl^  called  hx  y,-.mini\im  ptltt'Schc  ftl-sdi'/Jrh  in  the  Lower  Coal  formation ; 
It  is  various  in  color,  but  is  shown  to  consist  of  crystalline,  colorless,  doubly  refracting  scales. 
The  Schemniiz  is  the  gangue  of  diaspore,  and  it  may  be  kaolinite  impure  with  diaspore.  The  Jack- 
sonville is  a  kaolin,  and  mar  be  kaolinite  ;  the  analysis  alforded  4-80  of  free  silica,  and  0'9U  of 
undecomposed  material  which  above  is  excluded. 

The  analyses  of  kaoUuitu  have  been  referred  to  pholerite  under  the  idea  that  Guillemin's  analy- 
sis was  incorrect.  But  tlie  analysis  by  Knop  appears  to  sliow  that  there  is  a  speciec  witli  the 
pholerite  composition,  but  not  diiiering  from  kaolinite  in  its  physical  or  crystallographic  characters. 

Named  from  foXi^;,  a  scale. 

41SA  TtraioUte  Glocker  (Grundr.,  544,  1839  ;  Terra  m.iraculosa  Saxoniae  C.  Richt'-r,  1732  ;  Sax- 
onisclie  Wundererde  of  o'd  Germ,  authors;  Eiseu>teiumark  Brciih.,  Char.,  147,  1823.  301.  18:i2). 
A.  Knop  holds  (Jahrb.  Min.,  1859,  54t'>)  that  the  teratolite  is  an  impure  lithomarge-like  pholerite, 
closely  related  to  the  mineral  from  Chemnitz.  It  is  described  as  having  II.  =  2 — 2|,  and  G.  =  2-4i^ 
— 2*5;  color  varied  with  lavender  and  other  shades  of  blue,  and  spots  of  red.  and  rarth  pearl- 
gray.  It  is  from  an  amygdaloidal  rock  overlaid  by  coal  strata  at  Planitz  near  Zwickau  in  Siixony, 
It  contains  much  oxyd  of  iron;  but,  according  to  Knop,  probably  is  a  mixture  of  pholerite  with 
some  free  quartz,  pulverized  feldspar,  hydrate  of  iron,  carbonate  of  lime,  and  magnesia.  The  fji- 
lowing  is  the  analysis  of  Schuler  (Freitsleb.  Orykt.  Sachs.,  Heft  5): 

Si       Al       Fe  Mg     Ca      K  11 

1.  Planitz      41-6ti    22-85    12-98    1-68    2-55    3-04    0-93    14-20  Schuler. 


419.  KAOLINITE.  Talkerde  von  sohuppigen  Theilen  (fr.  Sonne  Adit,  Halsbrucke,  near  Frei- 
berg) Wcrn.,  Ueb,  218,  178w.  Erdiger  Talk  Ilofmann,  Bergm.  J.,  160,  1789;  KarsL,  Tab.,  32, 
ISUU.  ?  Talc  granuleux  K,  Tr.,  iii.  1801.  Kacrite  pt.  Brongn.,  Min.,  i.  505,  1807.  Schuppiger 
Thou  Karsi,  Tab.,  91,  1808.  Nakrit  Breith.,  Char.,  94,  318,  1832.  Pholerite  pt.  many  authors. 
Kaolinite  ^S*.  W.  Johnson,  Am.  J.  Sci.,  II.  xUii.  351,  1867. 

Medulla  Saxi,  Gerra.  Steinmarck,  pt.,  vlgrnc,  Interpr.,  466,  1 540  =  Litliomarge  pt.  Karnat 
Breith.,  Handb.,  ii.  359,  1841  =  Steinmark  von  Roehhtz  ^/aj^r..  vi.  28.i,  1815.  Terra  Samia, 
CoUyriura,  Aster,  Flin.,  xxxv.  53.  Marga  porcellana,  Leucargiila,  pt..  Wall.,  22,  1747.  Terra 
Porcellanea  Croast.,  73,  1758.  Porcelain  Clay.  Kaolin.  Porzellanerde,  Porzellanthou,  Gtmi. 
Argiles  a  porcelaine  Fr.    Torre  a  foulon  pt,  Fr.=  Fuller's  Earth. 

Ortliorliouibic.  I A  /=120^.  In  rhombic,  rliomboidal,  or  liexagoual 
scales  or  pbites  ;  sometimes  in  fan-shaped  aggrega- 
tions;  nsnally  constitnting  a  chiy-like  mass,  either 
compact,  triable,  or  mealy  ;  base  of  crystals  lined  (f 
413),  arising  from  the  edgps  of  superimposed  plates. 
Cleavage :  basal,  perfect.  Twins :  the  hexagonal 
plates  made  np  of  six  sectors. 

H.  =  1-2-5.  Ci.=:2-4-2-r,3.  Lustre  of  plates, 
pearly  ;  of  mass,  pearly  to  dull  earthy.  Color  white, 
grayish-white,  yellowish,  sometimes  brownish,  bluish, 
or  reddish.  Scales  transparent  to  translncent.  Scales 
tiexible,  inelastic  ;  usually  unctuous  and  plastic.  Op- 
tically biaxial:  axial  plane  normal  to  the  base,  and 


413 


to  a  side  of  the  hexagon  ; 


axes  quite  divergent ;  bisectrix  negative  ;  Descl. 
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OXYGEN  COMPOUNDS. 


Var. — 1.  Argi'liform.  Soft,  claj-like ;  ordinary  kaolinite ;  under  the  microscope,  if  not  witti 
out,  showing  that  it  is  made  up  largely  of  pearly  scales.  The  constituent  of  most,  if  not  all,  pure 
kaolin.    G.  — 2027,  fr.  Freiberg,  Breith  ;  2-ti,  fr.  Schneck  en  stein,  Clarke. 

2.  Fanniform.    Meaiy,  hardly  coherent,  consisting  of  pearly  angular  scales,  anal.  3-6,  9. 

X.  Jiidurattd;  Liihomarge  {Sttiainark  Germ.).  Firm  and  compact;  H.  =  2— 2-5.  When  pul- 
vcrizfd,  often  shows  a  scaly  textm-e  (anaL  17-24).  G.  =  2-6,  fr.  Cainsdoif,  solid  var..  anal.  23. 
TuMiiitt  of  Tlionisou  is  a  lithoniarge  from  Scotland,  used  sometimes  for  slate  pencils  ;  H.=:2-5  G.— 
2  43  —  2-56  ;  color  milk-white. 

4.  Fcrruginom ;  Carnai  Breith.  A  firm  liihomarge  of  a  reddish-white  or  flesh-red  color ;  tht 
color  owing  to  the  presence  of  some  oxyd  of  iron  replacing  the  alumina;  H.  =  2— 3  ;  G.  =  2'543. 
Streak  colorless ;  smooth  to  the  touch  (anal.  15,  16).    Also  brownish-red  (anal.  2 1 ). 

Comp.— 0.  ratio  for  R,  Si,  H  =  3  :  4  :  2;  whence,  if  half  the  water  be  basic,  (ilP+f  Al/  Si'-*; 
(as  usually  written,  Al  Si- 4- 2  E[)=SiUca  46-3,  alumina  39-8,  water  13-9=100. 

Analyses:  1,  W.  S.  Clarke  (Ann.  Ch.  Pharm.,  Ixxx.  122);  2„  Pisani  (C.  K,  liii.  1"72);  3,  R. 
Mi  ller  (B.  H.  Ztg.,  xxiv.  336);  4,  Genth  (Am.  J.  Sci.,  II.  xxviii.  251);  5,  6,  Johnson,  Burtou 
(Am.  Sci.,  II.  xliii.  354,  358);  7,  A  Knop  (.laliresb.,  7b9,  1859);  8.  R.  Richter  (Fogg.,  xc.  320 j; 
9.  Stolba  (J.  pr.  Ch.,  xciv.  Ii6);  10,  Smith  (Am.  J.  Sci.,  II.  xi.  5y);  11,  Boussingault  (Ann. 
d.  M.,  HI.  V.  554)  ;  12,  T.  S.  Hunt  (Rep.  G.  Can.  1S63,  4^t5);  13,  Klaproth  (Beitr.,  vi.  ^75);  14, 
Laur  (Ber.  Ak.  Wien,  xxii.  693);  15,  Klaproth  (Beitr.,  vi.  v!85);  16,  Nascholz  (Ber.  Isis  Dresden. 
18H6,  V6^\:  17,  Rammelsberg  (Min.  Ch.,  576);  18-21,  v.  Hauer  (Jahrb.  G.  Reichs.,  vii.  129,  36-.'): 
22,  23,  Fikenscher  (J.  pr.  Ch  ,  Ixxxix.  461);  24,  Rammelsberg  (1.  c.) ;  25,  26,  R.  D.  Thomson  and 
Richardson  (Thorn.  Min.,  i.  244) : 


Si 

Al 

Fe 

1. 

Schneckensteiu 

46-76 

39-59 

2. 

Lod«'  ve,  Fr. 

47-0 

39-4 

3. 

Freiberg,  Sax:. 

46-74 

39-48 

4. 

Tamaqua,  Pa. 
Summit  Hill,  Pa. 

(1)46-90 

39-60 

5 

45-93 

39-81 

6. 

Richmond,  Va. 
Zeisigwald,  Sax. 
Alteuberg,  Sax. 

48-56^ 

35-61 

■7. 

49-91 

35-23 

8. 

45-63 

3-.r,s9 

9. 

Schlan,  Bohem. 

47-93 

36-;  8 

10 

Xaxos 

44-41 

41-20 

11. 

X.  Grenada 

450 

40-2 

12. 

Chaudiere  FaUs 

46-05 

38-37 

13. 

/■^  ue,  Kaolin 

46-00 

39-00 

0-25 

14. 

Zetditz. 

4s-t-.l 

38-90 

15. 

RoohliLz.  Carnai 

45-25 

36-50 

2-75 

16. 

45  09 

3813 

1-79 

17.  Rumpelsberg,      Litho'/n.  41 

40-23 

18. 

Rene,  Bohem., 

"      43- 13 

39-6'r 

tr. 

19. 

Saszka,  vjliite^ 
"  ydlovj, 

»'  45-19 

37-92 

20. 

"  44-37 

39-70 

tr. 

21. 

"  bnh.-red, 
Caiusdorf,  vj.  friable^ 

"  44-54 

3:i-00 

5-35 

22. 

"  45-82 

39-42 

23. 

"  solid. 

»  46-2(» 

39-72 

24.  Schlackeuwald, 

"  43-46 

41-48 

25. 

Tweed,  Tuesite, 

"  44-30 

40-40 

26. 

"      43  80 

40-10 

0-94 

Mg     Ca  H 

0-94    13-42  =  100-71  Clark. 

  14-4=100-6  Pisani. 

  14-06=  lOi  1-28  MuUer. 

__   13-80,  Na  0-i7  =  100  47'*  Genth. 

  14-02  =  99-76  Johnson. 

  12-88,  undet.  2-95  =  lOu  Burton. 

    [I4'8n]=  100  Knop. 

  0-60  13-70=99-82  Richter. 

  15-29  =  100  Stolba. 

  1-21  13-14=99  96  Smith. 

  14  8=100  Boussingault. 

0-63    0-61  14  (i0  =  99-(;ti  Hunt. 

  14-50  =  99-75  Klaproth. 

    12  47  =  99-98  Bauer. 

  14-011=98-50  Klaproth. 

0-19   14-29,  alk.  0"n=99-t.7  Naschold. 

1-44  12-36=  1 00-36  Ramm. 

 tr.  15-71=98  44  Hauer. 

  0-93  15  01=99-05  Hauer. 

  0-95  15-53=  1<  0-55  Hauer. 

 0-51  1 5-90  =  99-.-.0  Hauer. 

  14-^6=99-50  Fikenscher. 

  13-80=99-72  Fikenscher. 

0-37<=  1-20  13-49  =  100  Ramm. 

0-50    0-75  13-50  =  99-45  Thomson. 

0-55    0-64  14-21  =  b  0-^4  Richardson. 


*  After  separating  oxyd  of  iron  O  lS,  Ca  0  0'93.  by  muriatic  acid  (Genth).         "  Cuutains  some  free  silica, 

"  Na  O. 

Pyr.,  etc. — Same  as  for  pholerite. 

The  mineral  from  Chaudiere  Falls  exfoliates  in  white  cauliflower-hke  shapes  (Hunt). 

Cbs. — Ordinary  kaolin  is  a  result  of  the  decomposition  of  aluminous  minerals,  especially  the 
feldspars  of  granitic  and  gneissoid  rocks  and  porphyries.  In  some  regions  where  there  rocks  have 
decomposed  o:i  a  large  scale,  the  resulting  clay  remains  in  vast  beds  of  kaolin^  usually  more  or 
less  mixed  with  free  quartz,  and  sometimes  with  oxyd  of  iron  from  some  of  the  other  mii.eral? 
present.  Pure  kaolinite  in  scales  often  o'^curs  in  connection  with  iron  ores  of  the  Coal  formation. 
It  sometimes  forms  extensiv^e  beds  in  the  Tertiary  formation,  as  near  Richmond,  Va.  Also  met 
with  accom.panying  diaspore  and  emery  or  corundum. 

Oecnrs  in  the  coal  formation  at  Cache- Apres  in  Belgium;  also  in  the  same  at  Schlan  in  Bohemia, 
and  at  R  »he;  in  argillaceous  schist  at  Lodr;ve,  Dept.  of  Ilerault,  France;  at  the  Einigkeit  luiue 
at  Brand,  near  Freiberg,  and  elsewhere  in  Saxony;  askaohn  at  Dieudorf  (Bodenmais  j  in  Bavaria; 
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at  Zeisi.ffwald  near  Chemnitz;  as  tlie  gaugiie  of  topaz  at  Schneckonsteiu ;  with  emery  and  mir- 
garite  at  Xaxos;  as  the  gangue  of  diaspore  at  Schamnitz;  as  the  material  of  pseudomorphs  after 
pro?opite  at  Altenberg  (anal.  8  ,  showing  well  the  hexagonal  scales  (Johnson  &  Blake);  with 
fluor  at  Zinnwald,  a  white  powdery  substance  consisting  of  hexag.  scales;  at  Roehlitz  {carnaf)  in 
a  porphyritic  rock  ;  in  seams  in  an  argillaceous  rock  on  tlie  Tweed  {tne-site),  the  L:itin  iiam.e  of 
which  place  is  Tuesid:  At  Yrieix.  near  Limoges,  is  the  best  locality  of  kaolin  in  Eui  ope  (a  discovery 
of  1765);  it  aftbrds  material  for  the  famous  Sevres  porcelain  manufactory.  The  dark-colored 
clay  of  Stourbridge,  England,  is  made  up  in  large  part  of  transparent  laminse  (.J.  &  B.). 

In  the  U.  States,  kaolin  occurs  at  Newcastle  and  Wilminu'ton,  Dl4.  ;  at  various  localities  in  the 
limonite  region  of  Vermont  (at  Brandon,  etc.),  Massac'  usutis.  Pennsylvania;  Jacksonville,  Ala.; 
Edgefield,  S.  C. ;  near  Augusta,  Ga. ;  and  Johnson  >t  Blake  observed  transparent  hexagonal  scaies 
abundantly  iu  a  blue  fire-clay  from  Mt.  Savaa'e,  M  l. ;  in  the  white  clay  of  Brandon.  Vt..  Beekraan, 
N.  Y.,  Perth  Amboy,  X.  J.,  Reading,  and  a  locahty  in  Chester  Co.,  Pa.,  Long  Islau  l,  and  in 
white  and  colored  clays  of  various  other  places.  Xear  Eichmond,  Va.,  the  mealy  e-. >nstituies  a 
bed  of  considerable  extent  in  the  Tertiary  formation;  at  Taniacpta  and  Summit  lii  l  ni  Ciroou 
Co.,  Pa.,  it  occurs  in  the  Coal  formation  ;  in  a  sandstone  of  the  Quebec  group,  just  belov-.'  the 
Chaudiere  Falls,  filling  seams  or  fissures,  often  4-  in.  thick,  having  an  unctuous  feel,  and  consist- 
ing of  minute  soft  scales. 

The  characters  of  this  species  have  been  well  defined,  and  its  relation  to  kaolin  exi>U;i!.e:l,  in  an 
article  by  Johnson  i.  Blake  (1.  c),  by  whom  the  name  kaond-':  was  proposed  Tiiey  >hu-.v  that 
Forchammer's  formula  for  kaolm  is  the  true  for;uu!a.  and  also  that  of  kaohnite  ;  and  that  the  two 
are  one  in  species  chemically  and  physicaUy.  Tliey  point  out  that  much  lithomarge  should  be 
inchtded,  and  that  the  hexagonal  scales,  which  tlie  massive  mineral  presents  tmder  the  niioroscope, 
may  be  detec*"edin  all  kaohn,  and  also  in  some  dark-colored  fire-clays,  alchough  much  mixed  with 
impurities.  They  also  show  that  the  plasticity  of  the  kaolinite  depends  on  the  tine!! nf  tlie 
material  and  that  kinds  not  plastic  in  water  may  be  rendere  1  so  by  tine  trituration.  T  st 
that  the  distinction  of  kaolinite  and  pholerite  may  disappear  on  further  chemical  iav^  - 

The  earliest  recognition  of  the  mineral  distinctively  is  by  Werner  in  ITS^  d.  e. wl.u  piae.jil  \i 
under  talc.  It  afterward  took  the  name  of  tanhy  talc,  as  used  by  Iloifmami  iu  IT^'.i  il.  e. The 
acute  Karsten  pronounced  it  a  >^ca'[!  (yifij  \s<:lrinp>fiK  Thon).  and  arranged  it  aceC'rdin^ly  in  l^OS 
(1.  c. );  but  no  author  of  the  next  twenty  years  tully  adopted  his  vi-w.  In  l  ^o;  Bronuuiart  made 
the  species  nacnte  (1.  c).  for _  a  y)/.i(7y/e,  anliydrous,  p-  arly  j/eio/'-, /,((>('.  analyz:-'  '  Viaviue.in 
(aflbrding  Si  50,  Al  2b,  Pe  .5,  Ua  1-5,  K  17 -5'," and  reterrcLl"  m  it  doubtiiigly  t..  iu  a 

note,  without  any  knowledu'e  of  it.  Hatismann.  in  Ibl-  (ILiudl)..  .V-oj,  .■-j.ys  li.  -^'I'^'J- 
Talc  of  Audreasberg  iu  the  Harz  (which  he  says  is  wrongly  called  hiilkrmik-li'S'  I'.-r'  may  j  ■■.■rho.p-i  be 
schiqjpige  Ilijdrargiil'te \hydrdXe  <A'  alumina  t  or  T/ton.  but  au  analysis  was  nee-led  to  decide  it.  iioif- 
mann.  in  1S15  (Handb.,  li.  b.  2i-lb',  makes  it  his  jirst  variety  of  talc,  but  queries  its  nature,  and 
rites  an  analysis  by  John  of  a  hydrate  of  alumina. 

In  lb32  J.  c.)  Breithaupt  gave  the  Saxon  mineral  the  name  nacriie  inakrit).  without  any  appar- 
ent reference  in  the  place  to  Brongniart's  or  Vauquelin's  previous  use  of  this  name.  But  lie  at 
the  same  time  questions  whether  it  may  not  be  identical  with  pliolt  ritt  (which  had  been  described 
in  182.!)).  Since  then  the  species  has  been  united  to  pholerite,  under  the  idea  that  pholerite  was 
incorrectly  analyzed  by  GuiUemin  (which  may  still  be  true) ;  and  Breithaupt.  in  L^il  (tiaudb.,  39 1 
adopts  this  view,  putting  pholerite  of  GuiUemin  under  nacriie ;  and.  moreover,  he  attributes  his 
name  nucrUe  to  Tauquelin.  This  was  the  state  of  the  question  when  ihe  description  of  kaoliiute 
by  Johnson  and  Blake  appeared. 

Breithaupt.  in  1S:;2.  stated  that  the  scales  were  hexagonal;  and  again  in  his  account  of  the 
"  uakrit  "  of  Brand  near  Freiberg,  A.  Knop.  \n  ]  859  (Jahrb.  Miu  !  8a9.  504).  describes  with  detail 
tiie  crystallization  of  the  Schneckenstein  mineral ;  he  makes  it  riioral)ie,  with  the  planes  /.  O, 
i-i,  and  gives  the  angle  I  \  /=lls°,  D-^scloizeaux,  iu  his  Mineralogy  (18'i2).  shows  that  optically 
the  scales  from  Brand,  near  Freiberg,  are  orthorhombic,  and  makes  the  angles  1-0  and  CO  ;  and 
Johnson  &  Blake  give  the  same  angles  as  a  mean  of  their  measurements  of  vaiious  kaolinites. 

The  name  Kuolin  is  a  corruption  of  the  Chinese  Kaidmg.  meaning  high-ndgt.  the  name  of  a  hill 
near  Jauchau  Fu,  where  the  material  is  obtained  ;  and  the  petuutze  (peh-tun-tsz)  of  the  Chinese, 
With  which  the  kaolin  is  mixed  in  China  for  tlie  mamifacture  of  porcelain,  is  a  (pKirtzoso  feld- 
spathic  rock,  consisting  largely  of  quartz  (S.  AV.  "Wilhains;.  The  word  porcdain  was  first  given 
to  the  china-ware  by  the  Portuguese,  from  its  resemblance  to  the  nacre  of  the  sea-shells  Porcet- 
laan  (Cypr;eas),  they  supposing  it  to  be  made  from  egg-shells,  fish-glue,  and  fish  scales  (S,  AV. 
WiUiamsj. 

420.  HALLOYSITE.  HaUoysite  Berthier.  Ann.  Ch.  Phys.,  xxxii.  332,  1826.  Galapektit, 
Gummit,  Breitli.,  Char.,  99,  1832.  Glagerit  Breith.,  Handb.,  357,  1841.  Smectite  Sahetai,  Ann 
Ch.  Phys.,  III.  xxxi.  102.  1851.  Steinmark  or  Lithomarge  pt.,  Pseudo-Steatite  pt.,  Glossecol 
lite.  Shtp.,  Miu.,  1857,  App.  to  SuppL,  p.  ni. 
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?  Lenzinit  John.,  Chem.  Schrift,  v.  193,  1816.  ?  Severite  Bcud.,  Tr.,  1824,  in  Index,  and  ii.  36, 
1832.    ?  Nertscliinskite  IkizoumoisTxi.    Bole  pt. 

Massive.    Clay-like  or  earthy. 

11.  =  1—2.  G.=:1'8  — 2'4.  Lustre  somewhat  pearly,  or  waxy,  to  dull. 
Color  white,  grayish,  greenish,  yellowish,  bluish,  reddish.  Translucent 
to  opaque,  sometimes  becoming  translucent  or  even  transparent  in  water, 
with  an  increase  of  one-fifth  in  weight.  Fracture  conchoidal.  Hardly 
plastic. 

Var. —  1.  Ordinary.  Earthy  or  waxy  in  lustre,  and  opaque  massive.  Galapectite  is  the  halloy- 
site  of  Ang'lar.  Pseudosieatite  of  Thomson  &  Binney  iS  an  impure  variety  (anal.  8,  9),  dark  green 
in  color,  with  H.  =  2-25,  G.  =  2"469.  Glagerlie,  from  Bergnersreuth  in  Bavaria  (anal.  10,  11 ),  is  proved 
to  be  hailoysite  by  Fikenseher;  it  is  white  to  yellowish-white;  G.  =  'i*85 — 2-382  ;  ll.  =  2 — ->  b. 

2.  S/ned/te  of  Salvetat  is  greenish,  and  in  certain  states  of  humidity  appears  transparent  and 
almost  gelatinous  ;  it  is  from  Coude,  near  Houdan,  France  Breithaupt's  Gummiie  {Chav ,  99,  1832) 
is  a  "  gum-like  hailoysite,"  not  adhering  to  the  longue,  from  Anglar,  though  in  his  Handbuch,  where 
the  same  locality  is  mentioned,  he  quotes  Berthier's  analysis  of  collyrite  from  the  Pyrenees. 
OlossecoLlite  is  milk-white  and  earthy,  but  becomes  translucent  on  the  edges  and  a  little  opaline 
in  water.  It  forms  a  seam  1  in.  thick  in  a  siliceous  ^rilurian  rock  in  Rising  Fawn,  Dade  Co., 
Georgia. 

3.  Lenzinite  is  earthy,  compact,  white,  translucent,  and  somewhat  opaline,  from  Kali  in  tlie 
Eifel ;  and  brownish,  from  rifts  in  pegmatite  at  La  Vilate,  near  Chanteloube.  in  France.  Leonhard 
considered  it  (llandb.,  1826)  a  decomposed  semiopal.  It  is  described  as  not  gelatinizing  in  acids. 
Named  after  the  German  mineralogist  Lenz.  Ktri'ichinskUe  of  Razoumovski,  a  whitish  or  bluish 
earth  from  Xertschinsk,  has  been  referred  to  lenzinite.  Severite,  or  lenzinite  of  St.  Sever,  was 
first  noticed  in  1818,  and  analyzed  in  that  year  by  Pelletier  (J.  de  Phys ,  Ixxxvi.  251,  1818).  It 
has  somet.mes  the  semitransparency  of  opal,  a  soft  feel,  adheres  strongly  to  the  tongue,  and 
makes  no  paste  with  water  ;  it  is  from  the  upper  arenaceous  stratum  in  the  gypsiferous  Tertiary 
at  St.  t'ever  in  France.    It  is  not  clear  whether  it  belongs  here  or  to  kaolinite. 

4.  Bole,  in  part,  may  belong  here ;  that  is,  those  colored,  unctuous  clays  containing  more  or 
Jess  oxyd  of  iron,  which  also  have  about  24  p.  c.  of  water;  the  iron  gives  it  a  brownish,  yellow- 
ish, or  reddish  color ;  but  more  investigation  is  needed  belbre  it  is  known  that  they  are  not  mere 
mixtures.  0  ivpio  a  GlookQv  iSjm.,  l>y,  1847)  is  a  dark  brown  to  black  bole;  it  is  the  B'rgseife 
of  Werner  (Ucb.  Cronst.,  18'.»,  1780),  having  a  greasy  feel  and  streak,  and  H.  =  l — 2  ;  the  color  is 
attributed  to  bituminous  matters  present.  It  is  from  Olkutsch  in  Poland.  Where  it  belongs  is 
doubtful.  The  analysis  below  by  Bucholz  is  of  a  similar  kind  from  Thuringia ;  but  its  identity 
with  Werner's  Polish  Ber<jseife  is  not  certain. 

Comp.— 0.  ratio  for  li.  Si,  11=3  :  4  :  3;  (ilP  +  f  ^^1)-  rfi^+3H  or  (Al  Si^+ 311)=: Silica  43  3, 
alumina  37-7.  water  19  0  =  10(>.  Analyses  r  1,  lA,  2,  Berthier  (Ann.  Cli.  Phys.,  1.  c,  Ann.  d.  M., 
III.  ix.  5U0j;  3,  Dufrenoy  Hb.,  iii.  393);  4,  Oswald  (J.  pr.  Ch.,  xii.  173);  5,  .\  onheim  (Yerh.  uat. 
Ver.  Bonn,  v.  41,  Ramra..  4th  Suppl.,  221);  6,  Sauvage  (.\nn.  do  M..  IV.  x.  77);  7,  Salvetat  ( Ami. 
Ch.  Phys.,  III.  xxxi.  102);  8,  9,  Thomson  and  Binney  (Ed.  N.  Phil.  J.,  xvi.  55);'  10,  11,  Fiken- 
seher (J.  pr.  Ch.,  Ixxxix.  45ii);  12,  v.  Hauer.  (Jahrb.  G.  Reichs.,  82f.,  18.o3);  13,  Pisani  (C.  R.,  lii. 
310);  14,  Johu  (1.  c.) ;  15,  Salvetat  (I.e.);  IG,  17,  Lowig  ("leonh.  Orykt.,"  but  not  found  in  it  by 
the  author);  18,  "Wackenroder  (Kastn.  Archiv.,  xi.  4g6)  ;  19,  Zellner  (Jahrb.  Min.,  18;-;5,  4  67); 


2u,  Bucholz  (Gehlen's  N.  J.,  iii. 

597): 

Si 

^1 

Pe 

Mg 

Ca 

ISTa  K 

II 

1 .  Anglar 

39-5 

34-0 

2G-5  =  100  Berthier. 

lA.         dried  at  100°  C.  44-94 

39-06 

16-00=100  Berthier. 

2.  Ilousscha 

4G-7 

369 

16  0  =  99- 15  Berthier. 

:'.  La  Vonlte 

40(iG 

.3:-; -6  6 

24-83  =  9vi-15Durrenov. 

4.  Miechowitz,  Silesia 

4(i-2o 

30-00 

24-25,  Mo  O-25=:99-5.^."0. 

5.  Altenberg 

40-31 

33-23 

23-G'.'.2rV23  =  98-46  M. 

0.  Ecogne 

42 

30 

24=100  Sauvage. 

7.  (  onde,  Smectite 

43  0 

3i-5Fe  1-20 

0-03 

1-02 

0-4 

21-7,Sigel.l-5  =  10r62Si 

8.  Blackburn 

41-89 

22-05 

6-62 

6-16 

2-42 

20-22  Mn/r.  =  99-36  T. 

9. 

42-78 

22-53 

6-31 

6-76 

2-54 

18-68  Mn  /r.  =  99-60  B. 

III.  Glagerite,  compact 
11.        "  earthy 

42-85 

3G-14 

20-54  =  99-5:;  Fikensch. 

37  12 

41-27 

2 1-1 6  =  90-55  Fikenscli. 

12.  St.  Sever,  Severite 

44-42 

3G-00 

0-65 

18-40  =  99  47  Hauer. 

13.  (ieorgia,  Glunbtc. 

40 -4 

37-8 

O-o 

2 1-8  =  100-5  Pisani. 
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3^1 

mg 

Ca 

Na      K  11 

14.  Eifel,  Lenziniie 

87-5 

87-") 

100  John. 

15.  OliaiitGloube,  " 

3G  00 

1  'Jy 

0-18 

0-50  21-50, 

8i  gel.  2-0,  quarta 

1-G4 

=  lou  i:3  Salvetat. 

16.  Ettini>-hausen,  Bole 

42 -00 

21-14 

lo-o;} 

0-43 

0-52 

 24-0;;  = 

-I'lro.j  L()wig. 

17.  C.  dy>nidelles,  •' 

41-()5 

25-0  1 

8-.i9 

(1-50 

0-45 

    24-02  = 

=  99-14  Luwig. 

18.  Sasebuhl,  " 

41-9 

2U-9 

12-2 

)9  9  Wackenrodei 

19.  Stricg-au, 

42-.  0 

20-12 

t>-53 

2-01 

2-81 

  0-50  2400  = 

=  9'.i-97  Zellner. 

kO.  Tliuriugia,  Oropion. 

44-(t 

2G  5 

8-0 

0-5 

 20-5  = 

99-5  Bucliolz. 

Pelletier  obtained  for  the  sera-lJe  (1.  c.)  Si  50,  ^1  2->,  H  20  =  98.  Shepard  made  the  glossecollite 
erroneously  a  hydrated  silica  containing  17  p.  c.  of  water. 

Pyr.,  etc.— Yields  water.  B.B.  infusible.  A  hue  blue  with  cobalt  solution.  Decomposed  by 
acids. 

Glossecollite  is  decomposed  by  hot  sulphuric  acid,  Pisani. 

Obs. — Occurs  often  in  veins  or  beds  of  ore,  as  a  secondary  product ;  also  in  granite  and  other 
rocks,  being  derived  from  the  decomposition  of  some  aluminous  minerals.  The  lialloyaitt  of  llous- 
sella  is  derived  from  graphic  granite. 


Appendix  to  Clays. 

The  following  are  other  earthy  hydrous  aluminous  sihcates,  all  of  doubtful  character: 

420A.  SixOPiTE  Bauson.,  Handb.,  1847;  Sivwrrt?  ?  Theophr. ;  Rubrica  Vitniv. ;  Sinopis  Pliny, 
Sinopische  Erde  Klapr.,  Beitr.,  iv.  345  ;  Bol  de  Sinopis  Beud.  A  clayey  earth  of  a  l)rick-red  color 
dotted  with  white,  adhering  to  the  tongue.  The  material  analyzed  by  Klaproth  was  from  Ana- 
tolia, Asia  Minor.  The  sinopic  earth  of  the  ancients  was  brought  from  Cappadocia,  and  used  as 
a  red  paiut,  and  may  have  been  a  red  ochre.  Theophrastus  speaks  of  two  other  kinds  of  sinopic 
earth,  one  whitish,  the  other  between  the  red  and  white  in  color,  and  called  the  pure  kind  because 
it  was  used  without  mixing;  besides  also  an  artificial  kind  make  by  burning  a  clay— the  clay  be- 
coming red  owing  to  the  hydrated  oxyd  of  iron  present,  which  was  freed  from  its  water  by  the 
heat. 

420B.  Melinite  Glorker  (Syn.,  186,  1847;  Gelb-Erde  pt.  Wern.,  Iloffm.  Miu.,  ii.  b,  21 0 ;  Argile 
ocreuse  jaune  pt.  //. ;  Yellow  ochre  pt.)  is  a  yellow  clayey  material,  looking  like  yellow  ochre,  more 
or  less  lamellar  in  structure,  shining  in  streak,  adhering  to  the  tongue,  and  soiling  the  fingers  ;  G.= 
2-^4.  The  kind  analyzed,  and  to  which  the  name  especially  belongs,  is  that  from  Amberg  in 
Bavaria.  Other  reported  localities  are  Miinden  and  Schoningen  in  Hanover;  Wehrau,  Prussia  ; 
Robschiitz,  Saxony:  Vierzon  (whence  sometimes  called  Vierzonite),  Dept.  of  Cher,  and  Pourrain, 
Dept.  of  Yonne,  France. 

4 20c.  OciiRAX  Breith.,^  Char.,  TOO,  1832.    A  kind  of  "bole"  of  a  yellow  color  from  Orawitza, 
a  little  greasy  in  feel,  with  H.  =  l--2,  and  G.  =  2-4  — 2-5;  streak  pale  yellow  to  colorless. 
;    Plinthite  Thorn.  (Min.,  i.  328)  is  a  brick-red  clay  from  Antrim,  Ireland,  having  G.  =  2-342,  and 
H.  =  2-75,  and  not  adhering  to  the  tongue 

Analyses:  1,  Klaproth  (1.  c);  2,  Thomson  (1.  c);  3,  Kersten  (Schw.  J.,  Ixvi.  31);  4,  KLihn 
i(Schw.  J.,  li.  466} : 


Si 

^1 

Ca      Na  CI 

H 

1.  Sinopite 

82-0 

26-5 

21-0 

  1-5 

17-0  =  98-0  Klaproth. 

2.  Meliniie 

33-23 

14-21 

S7-76  Mg 

1-38   

13-24  =  99-82  Kiihn. 

3.  Plinthite 

30-88 

20-76 

26-16 

2-60   

19-60=100  Thomson. 

4.  Ochran 

31-3 

4o-0 

1-2 

21-0=96-5  Kersten. 

These  ochreous  clays  are  probably  only  mixtures.  Yon  Hauer  obtained  from  a  "melinite  "  of 
unknown  locality  (Jahrb.  G.  Reichs.,  1858,428)  Si  46-5o,  Al,  Fe  40-82  (in  one  trial  Pe  14-92),  Ca 
0-39,  H  11-50=  lOu. 

42nD.  Oravitzite  Breith..  Handb..  366,  1841.  Massive  and  in  nodules,  and  resembling  halloy- 
Bite,  but  heavier.    II.  =  2  — 2.V;  G.  =  2-701  ;  lustre  waxy;  color  greenish-white;  unctuous.    It  ig 
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supposed  to  be  a  hydrous  aluminous  silicate  containing  oxyd  of  zinc.  In  the  glass  tube  yields 
muc;h  -water.  B.B.  yields,  according  to  Plattner,  with  soda  and  borax  on  charcoal,  a  slag  which 
is  yellow  while  hot  and  white  on  cooling.  The  oxyd  of  zinc  is  probably  present  as  a  mixture  in 
the  clay. 

From  Orawitza,  Transylvania,  with  calamine. 

42()E.  HvERLERA  Forclihammer  (Jahresb.,  xxiii.  265,  184.S).  A  wdiite  or  reddish  clay  resulting 
from  the  action  of  sulphuric  and  carbonic  acids  on  the  ferriferous  clays  of  Krisuvig,  Iceiaud 
Composition  Si  5()-99,  Al  7-39,  Fe  21-21,  Mg  19-96,  Ti  0-46=  100-01. 

4-2()F.  Keffekilite  (Kefifekilith  Fischer^  Mem.  Soc.  N"at.  Moscou,  i.  60,  1811).  A  pearl-gray 
to  graj'ish-white  lithomarge,  from  the  Crimea,  having  a  greasy  feel,  and  somewhat  adliering  to 
the  tongue,  -with  G.  =  2-46,  John.  John  obtained  (1.  c.)  gi  45-00,  Al  14-0(i,  Fe  12-25,  Ca  •z-25, 
Na  CI  r5U,  H  '22-00,  manganese,  chrome  (?),  magnesia,  and  loss  3-(i0.  Becomes  hard  enough  to 
scratch  glass  by  calcination.    It  is  evidently  merely  a  clayey  mixture. 

Kefftkll  Tartarorum  (of  the  Tartars)  was,  according  to  Cronstedt  (Min.,  19,  1758),  a  yeDowish- 
wliite  lithomarge  from  Tartary,  used  there  as  a  substitute  for  soap.  It  has  been  referred  to 
sepiolite  by  some. 

4  20G.  Melopsite  Breith.  (Handb.,  ii.  3n0,  1841).  Melopsite  is  translucent,  white,  yellowish, 
grayish,  or  greenish,  has  a  small  couchoidal  fracture,  adheres  a  little  to  the  tongue,  and  resembles 
in  texlure  the  llesh  of  an  apple  (whence  the  name  from  nnXix^  ajjple,  and  meat,  etc.)  Accord- 
ing to  Plattner,  it  consists  of  silica,  alumina,  a  little  magnesia  and  oxyd  of  iron,  with  ammonia, 
water,  and  some  bitumen.    It  affords  in  a  glass  tube  "less  water  than  glagerite." 

420H.  ACHTAEAGDITE  Russian,  before  1847  (Glocker's  Syn.,  305, 1847.  Achtarandit  lad  orfhog.). 
Massive ;  earthy.  Soiling  the  fingers  like  chalk.  Also  in  tetrahedral  crystals,  or  combinations 
of  a  dodecahedron  and  tetrahedron,  but  evidently  pseudomorphous.  Color  grayish-white  to 
greenish-gray  ;  lustre  none ;  fracture  eartliy.  On  the  Achtaragda,  a  tributary  to  the  Wihii  river, 
at  a  locality  of  idocrase,  and  containing  crystals  of  idocrase  imbedded  in  it;  also  7  m.  distant, 
near  Wilui  on  Mt.  Uegernat,  with  grossularite.  Contains  silica,  alumina,  oxyd  of  iron,  hme, 
magnesia,  and  water.  Suj^posed  by  Breithaupt  (B.  H.  Ztg.,  1853,  370j  to  be  pseudomorphous 
after  helvite. 

421.  SAMOITE.    Dana,  Min.,  288,  1850;  and  Geol.  Rep.  Exph  Exp.,  324,  1849. 

Stalactitic,  with  a  lamellar  structure. 

Jl.=4:—4:'o.  G.  =  l-7— 1*9.  Lustre  resinous  in  the  fracture.  Color 
wliite,  grayish,  or  yellowish.  Transhicent  to  sub  translucent,  not  adhering 
to  the  tongue  nor  plastic,  being  too  hard. 

Comp. — Analyses  :  B.  Silliman  (1.  c.) : 

Si  ^1        Mg       Xa         H  CaC 

1.  31-2.5       37-21        0-06       0-06       30-45       0-01=99-04.    G.  =  l-69  — 1-813. 

2.  35-14       31-95        1-05         ir.        30-8O        1-21  =  100-15.    G.  =  l-894. 

Anal.  1  gives  the  0.  ratio  3:3:5,  and  fornnda  XPSi^+lOH.  No.  2  corresponds  nearly  to  2^1' 
Si-''+10H  [-f  ^ir  Sij.  The  mode  of  origin  of  the  mineral  renders  quite  probable  the  presence 
of  some  opal-silica. 

Pyr.j  etc. — B.B.  infusible.  In  nitric  or  muriatic  acid  gelatinizes,  lea"nng  a  portion  of  sihca  in 
flakes. 

Obs. — Forms  stalactites  and  stalagmites;  the  former  low  conical ;  the  latter  flattened  hemi- 
spherical in  shape,  witli  a  width  of  3  inches  or  so.  smooth  at  surface.  They  consist  within  of 
a  series  of  tliin  plates  closely  adhering.  When  fresh  they  weie  soft  enough  to  be  cut  with  a 
knife,  but  hardened  on  exposure.  They  occur  in  a  lava  cavein  on  the  soutli  side  of  the  extinct 
volcanic  island  of  Upolu,  of  the  Navigator  or  Samoa  group;  the  cavern  was  a  passage  some  hun- 
dreds of  yards  long,  entered  about  a  mile  and  a  half  from  the  sea  by  a  perpendicular  descent  of 
25  feet,  and  extending  toward  and  beneath  the  sea,  and  also  up  the  m.ountain  to  an  unascertained 
distance  Its  sides  and  bottom  were  in  places  covered  with  the  samoite,  which  had  been  formed 
from  the  percolating  waters.    The  overlying  rock  was  about  1 5  feet  thick. 

Samoite  of  Silliman,  Jr.  (Dana's  Expl.  Exp.  Geol.  Rep.,  732),  is  a  kind  of  feldspar  incorrectlj 
analyzed ;  probably  labradorite. 
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422  FINITE. 

Amor[)li<)ns  ;  granular  to  crvptocrvstalline  ;  usually  the  latter.  Also  in 
crystals,  and  sometimes  with  cleavage,  but  only  because  psendomorphs,  the 
form  aud  cleavage  beius;  those  of  the  minerals  from  which  derived.  Ivarely 
a  sul)micaceous  cleavage,  which  may  belong  to  the  species. 

II.  =  2"5  — 3*5.  G.  =  2'6  — 2*85.  Lnstre  feeble,  waxy.  Color  grayish- 
white,  grayish-green,  pea-green,  dull  green,  brownish,  reddish.  Translucent 
— opacjue.    Acts  like  a  gnm  on  polarized  light ;  Descl. 

Comp.,  Var. — Finite  is  essentially  a  hydrous  alkaline  silicate.  Being  a  result  of  alteration, 
and  amorphous,  the  mineral  varies  much  in  composition,  and  numerous  species  have  been  made 
of  the  mineral  in  its  various  conditions.  If  crystals  of  staurohte  ma}'  vary  2't  p.  c.  in  the  propor- 
tion of  silica,  much  more  should  a  massive  mineral  which  has  been  made  by  the  mctamorphism 
of  other  minerals.  Variations  would  naturally  exist  from  the  presence  of  some  of  the  unaltered 
original  mineral,  or  of  some  of  its  ingredients  in  an  uncoinbined  state ;  and  in  the  case  of  rock 
masses,  from  mixture  with  free  quartz,  partially  altered  or  unaltered  feldspar,  or  other  substances. 

The  varieties  of  pinite  here  admitted  agree  closely  in  physical  characters,  and  in  the  amount 
of  potash  and  water  present,  and  their  variations  are  such  as  are  reasonably  attributed  to  the 
above  causes. 

The  0.  ratio  for  the  bases,  silica,  and  water,  deduced  from  the  mean  of  the  analyses,  is  3:4:1, 
whence  the  formula  (:^H'--f(Rl  R))-.Si^=_  if  R=:lv  aud  iV  :  K=I  :  S,  Silica  46-0.  alumina  :i5-l, 
potash  12  water  Gnti^lOO  ;  or,  if  R=4  Mg-Hf  K  and  :  fi=l  :  5,  =Silica  45-9,  alumina  :r2'7, 
magnesia  "i  o,  potash  I^m,  water  6-9=:l«  0;  or,  if  Mg  :  K=5  :  7  and  :  ff=l  :  5,  ^Silica  46*2, 
alumina  ^^'O,  magnesia  .3*."5,  potash  lO'B,  water  6*'.t=:10o.  The  mineral  is  related  chemically,  as 
it  is  a'so  physically,  to  serpentine  (which  has  the  0.  ratio  3  :  4  :  2j;  and  it  is  an  alkali-alumiua 
serpentine,  as  pyrophvllite  is  an  alumina  talc. 

The  different  kinds  are  either  pseudomorphou?  crystals  after  (1)  iolite  ;  (2)  nephelite  :  CI)  scap- 
olite  ;  ( 4)  some  kind  of  feldspar;  (5  i  spodumene  :  or  ( 6)  other  aluminous  mineral ;  oriTi  dissem- 
inated masses  resembling  indurated  talc,  steatite,  lithomarge.  or  kaolinite.  also  a  result  of  altera- 
tion ;  or  (8)  the  prominent  or  sole  constituent  of  a  metamorphic  rock,  which  is  sometimes  a  pinite 
schist  (analogous  to,  and  often  much  resembling,  talcose  schis-f.  and  still  more  closely  related  to 
pyrophyllite  schist).  As  argillaceous  shale  often  consists  of  puiverized  feldspar,  its  conversion  into 
pinite  schist  would  be  wholly  similar  to  the  pseudomorphism  of  a  feldspar  crystal  into  pinite.  It 
is  not  possible  to  arrange  all  the  varieties  under  the  above  heads.  The  following  are  the  names  that 
have  been  introduced,  and  the  characters  of  the  substances  to  which  they  are  applied  : 

Var  1 .  Finite.  Speckstein  [fr.  the  Fini  mine  at  Aue.  near  Schneebera-J  ffofoiann.  Bero-m.  J.,  1 56. 
1789:  Kioselerde  +  Thonerde.  etc..  Klo.jjr ,  ib.,  227,  1790.  Finit  Karsftn,  Tab.,  28,  73,l>u0.)  The 
original  pinite  is  in  6-  to  9-sided  prisms  ;  colcr  brown.  Occurs  in  granite,  and  is  sui^posed  to  be 
pseudomorphous  after  iolite.  Also  found  at  St.  Fardoux  in  Auvergne,  at  the  Fuy  de  Dome,  in 
decomposing  feldspar  porphvry ;  at  ^lAhlenthal,  near  Elbinsrerode.  the  prisms  12-sided,  lustreless, 
withH.  =  2-3.    Anal.  1-7.' 

2.  GiEbECKiTE  (fr.  Greenland,  Allan,  Ann.  Fhil.,  ii.  1 8 '  ?,).  In  6-sidod  prisms,  probably  pseudo- 
morphous after  nephelite.  H.  =  8-5.  G.  =  2-78  — 2-85.  Color  grayish-green,  olive-green,  to 
brownish.  Brought  by  Giesecke  from  Akuhiardsuk  and  Kangerdluarsuk.  Greenland,  where  it 
occurs  in  compact  feldspar  Also  of  similar  characters  from  a  pyroxene  rock  at  Diana,  X.  Y.,  the 
prisms  often  large,  and  with  the  basal  edges  replaced  by  a  plane  inclined  about  ISo""  to  the  base. 
Anal.  s-11. 

{b)  Ly  hrodes  Karsten  (Mag.  Ges.  Fr.  Berhn.  iv.  78,  IS  Hi;  John.  Ch.  Unt .  i.  171 :  Splittriger 
"Wernerit  Hau-sm.,  520,  181:-!)  has  a  httle  less  silica  and  more  alumina  than  the  above  (anal.  12), 
but  is  otherwise  essentially  the  same;  it  is  imperfectly  lamellar,  scaly  in  fracture,  greasy  in  lustre ; 
yeUow,  Hesh  red.  brownish-red,  or  spotted  with  greenish  and  yellowish;  G.  =  2m1;  and  is  from 
the  zircon-syenite  of  Fred  rioksviini  and  Laurvig.  It  is  regarded  as  altered  nephelite.  Of  like 
composition  and  origin  is  li;  .-  'c)  Liebentrife  Marignac  (Bibl.  Univ.,  'd.  293.  1S48),  from  a  porphy- 
ritic  feldspathic  rock  of  Mt.  Viesena,  in  Fleimsthal  (anal.  lr:-15)  ;  it  occurring  in  H-sided  prisms 
^^dthout  cleavage  :  H  =3-5  ;  G.  =  2-8 1 -I,  v.  Hauer ;  2'8  6,  Breith. ;  lustre  somewhat  greasy  ;  color 
greenish-gray  ;  and  without  double  refraction. 

[d)  Dij-ryntrihite  Shepard  (Froc.  Am.  Assoc..  311,  1851,  Am.  J.  Sci..  II.  xii.  209)  is  essentially 
the  same  with  the  gieseckite  from  Diana  and  elsewhere,  Lewis  Co.,  N".  Y. ;  it  constitutes  masses 
or  a  rock,  sometunes  slaty  in  structure,  and  somewhat  resembles  serpentine,  though  more  waxy 
in  aspect  (anal  18,  19);  H.=3— 3-5  ;  G  =2-7  i  — 2"S1 ;  colors  often  mottled,  usuaUy  greenish,  some- 
times reddish  or  spotted  with  red.    Associated  with  phlogopite,  etc. 

(e)  Farophite  T.  S.  Hunt  (Rep.  G.  Can.,  1852,  1863)  is  similar  to  dyspitribite,  but  Itss  pure; 
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the  analyses  vary  considerably  (anal.  20-23),  it  being,  as  regarded  by  Hunt,  a  rock,  and  not  a 
simple  mineral;  the  name  alludes  to  a  resemblance  to  serpentine;  H.  =  2-5— 3,  and  it  cuts  like 
massive  talc ;  G  =2*7  — 2*784;  2  90,  fr.  Powual ;  colors  greenish,  yellowish,  reddish,  grayish.  It 
constitutes  a  schistose  rock  at  St.  Kicholas  and  Famine  R.,  Can.,  being  an  altered  shale  of  the 
Lower  Silurian  (Quebec  group);  also  occurs  in  Stanstead,  Can.,  on  the  E.  shore  of  L.  Mem- 
phremagog,  with  chloritie  schist;  and  at  Pownal,  Vermont,  as  a  bluish-gray  schist,  that  had  been 
••nusidered  a  talcose  or  maguesiau  scliist. 

{/)  A  (jrem  mineral  from  the  Grindelwald  glacisr  (anal.  24),  having  H.  =  3*5— 4,  and  G.  =  2*Sr). 
a  somewhat  waxy  lustre,  resembling  a  compact  green  talc,  and  described  by  FeUenberg  (Ber.  N 
Ges.  Berne,  1866)  is  very  similar  to  parophite. 

(g)  Finiioid,  described  by  A.  Knop  (Jahrb.  Min.  1859,  558)  as  a  rock,  is  like  dysyntribite  in 
characters,  and  a  schist  called  "i^i/iitozc?  schist^'  approaches  parophite.  PmUoid  (anal.  25)  has 
II.  =  2-5  ;  G.  =  2*T88  ;  color  leek-,  oil-,  and  grayish-green.  Occurs  in  the  region  between  Freiberg 
and  Chemnitz,  Saxony,  pseudomorphous  after  feldspar,  in  a  half-decomposed  granitic  porphyry, 
constituting  about  25  p.  c.  of  the  rock. 

3.  AViLSONiTE  T.  S.  Hunt  (Rep.  G.  Can.,  1853.  186?!)  is  a  pinite  pseudomorph,  with  the  form  and 
cleavage  of  scapolite;  H.  =  3*5;  G.  =  2-76  — 2-78 ;  lustre  somewhat  pearly;  color  rosc-red;  frag- 
ments translucent;  anal.  1  fi,  17.  It  is  from  Bathurst,  Can.,  where  it  was  first  found  by  Dr.  Wilson  ; 
also  St.  Lawrence  Co  ,  N.  Y.   Tere/iite  {p  328),  from  Antwerp,  St.  Lawrence  Co.,  may  be  the  same. 

4.  POLYARGITE  and  RosiTE  of  Svauberg  (Ak.  H.  Stockh..  ]S40)  are  close  to  the  preceding  in 
composition.  Ronte  (anal.  28)  is  a  granular  red  mineral,  occurring  in  granular  limestone  at  Aker 
in  Sjdermanland  ;  H.=2-5;  G.=:2-72.  G.  Rose  and  others  make  it  a^/'ered  a/zor/lMe.  Po^yargiit 
(anal.  20,  27)  occurs  in  reddish  lamellar  masses  at  Tunaberg.  Sweden;  W.—A  ;  G.=2-76-s ;  named 
from  -(i>vi,  '/nuch,  and  doyni^  S2)arkie.  The  name  Pijrrholite  has  been  given  to  a  reddish  lamellar 
mineral  from  Tunaberg,  which  is  very  similar  to  polyargite  (Descl  Min.,  i.  ;S02,  180  2);  it  has  H.= 
3—4;  and  cleavage  surfaces  inclined  together  about  87' ;  and  is  apparyntly  anorthite  less  altered 
than  in  rosite  and  polyargite.  It  is  optically  biaxial.  The  "  pinitoid  "  of  Sasbachwald,  Duchy  of 
Baden  (anal.  b5),  is  altered  oligoclase,  according  to  l^andberger  ;  II.  =  2*5. 

5.  KiLLixiTE  Thovmon  (Min.,  i.  330,  1886),  from  Killiney  Bay,  Ireland,  has  been  stated  to  have 
the  form  and  cleavage  of  spodumene,  a  mineral  that  occurs  in  the  vicinity.  It  has  II. =4  ;  G.= 
2'56  — 2-66.  Thomson  ;  2*678  — 2-688.  Galbraith  ;  lustre  weak  vitreous;  color  greenish-gray,  brown- 
ish, or  yellowish;  anal.  29-33. 

6.  Other  pinite  has  passed  under  the  name  of  liihomarge  (Steinmark  Germ.).  That  of  Zorge 
(anal.  36)  is  green,  and  has  G.  =  3*086,  Ramm.  The  Schemnitz. mineral  (anal.  37)  occurs  with  dill- 
niteand  kaolinite  as  the  gangue  of  diaspore,  and  is  gray  or  greenish-gray  in  color,  with  H.  =  2-5 
—  ;S,  G.  =  2*735.  Anal.  47  is  of  a  liihomarge  from  Schlackenwald.  That  of  Ems  (anal.  48)  is 
green  to  white,  and  kaolin-like  in  consistence,  and  occurs  in  clefts  in  the  Spirifer  sandstone. 

The  coinpad  ialc  of  Klammberg,  Tyrol,  is  probably  phiite  or  agalmatolite  in  constitution. 

7.  Agalmatolite  (Agahuatolitlius,  Bildstoin  (fr.  China),  K.'apr.,  Beitr.,  ii.  184,  1797.  Pagodite 
Napione,  J.  de  Phys.,  xlvi.  220,  1798).  Like  ordinary  massive  pinite  in  its  amorphous  compact 
texture,  lustre,  and  otlier  physical  characters,  but  contains  more  sihca,  so  as  to  aflord  the  formula 
of  a  bisilicate,  or  nearly,  and  it  may  be  a  distinct  species.  Yet,  as  above  observed,  the  excess  of 
sihca  is  possibly  from  free  quartz  or  feldspar  as  impurity.  The  Chinese  has  H  =2 — 2*5;  G.= 
2*785- 2*815,  Klapr.  Colors  same  as  for  pinite,  usually  grayish,  grayish-green,  brownish,  yellow- 
ish.   Anal.  38-41. 

A  similar  mineral  in  composition  comes  from  Nagyag  in  Transylvania,  and  Ochsenkopf  near 
Schwarzcnberg  in  Saxony  (anal.  44).  Agalmatolite  was  named  from  ..y./A/n,  an  image,  awd  2)agodite 
from  pagoda,  the  Chinese  carving  the  soft  stone  into  miniature  pagodas,  images,  etc.  Part  of  the 
so-cahed  agalmatolite  of  China  is  true  pinite  in  composition,  another  part  is  compact  pyrophyUite 
(p.  455),  and  stih  another  steatite  (p.  453).    (Brush,  Am  J.  Sci.,  II.  xxvi.  64.) 

Oncosni  v.  Kobell  (J.  pr.  Ch.,  ii.  295,  183  4)  is  related  in  composition  (anal.  45),  and  hasH.  =  2; 
G.  =  2*8;  color  apple-green  to  grayish  or  brownish;  translucent;  it  occurs  in  roundish  masses 
imbedded  in  doloujite  with  mica,  at  Passecken  near  Tamsweg,  in  Salzburg,  (c)  Oiisite  (Oosit  J/ara, 
jb..  iii.  216,  18o4\  another  related  compound  tanal.  4:;),  is  white  to  reddish  or  brownish-red,  and 
occurs  in  6-  and  1  J-sided  prisms ;  it  is  from  the  OOs  valley,  duchy  of  Baden,  occurring  in  what  is 
called  pinite-porphyry. 

{d)  Gongylile  (Gongylit  Thore'd,  Act.  Soc.  Sci.  Fenn..  iii.  815,  A.  ISTord.,  Beskrifn.  Fhil.  Min., 
146,  1855)  is  yellowish  or  yellowish-brown,  and  has  cleavage  in  two  directions  ;  with  H.=4— 5  ; 
G.  =  2*7  ;  anal.  42.    From  a  schist  called  talcose  schist  at  Kimsamo  in  Finland. 

0.  ratio  for  fi,  Jj,  Si,  H,  for  agalmatolite,  about  1  :  9  :  18  :  3  ;  for  oncosin,  1  :  5  :  10  :  1|;  for 
vosite,  1  :  10  :  24  :  6;  for  gongylde,  I  :  3  :  8  ;  1-^. 

The  following  may  be  impure  pinite  : 

8.  Gigantolite  Xord.  (Act.  Soc.  Sci.  Fenn.,  i.  2,  377,  1840).  From  gneissoid  granit«»  of  Tammela, 
Finland,  in  large  6-  ai>d  12-sided  prisms,  with  basal  cleavage ;  H.  =  2-o  ;  G.  =  2-862  — 2*878  :  lustre 
somewhat  waxy  ;  color  greenish  to  dark  steel-gray,  sometimes  approaching  submetallic  in  lustre^ 
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ovrino-  to  the  alteration  of  the  original  iolite  and  the  presence  of  uncombined  oxyd  of  iron,  (h) 
Iherlte  Svanberg-  (tEfv.  Ak.  Stockh.,  i.  2U),  1844).  from  Aloutalvan,  near  Toledo.  Spain,  is  the  same 
mineral  in  characters;  ri.  =  -J'5;  G.  =  2  89.  Both  are  a  result  of  the  alteration  of  iolite,  and  arc 
between  piuite  and  falduwtt  (p.  484)  iu  composition. 

Analyses:  1,  2,  Rammelsbcrg  (.".d  SuitpL.  94.  Min.  Ch.,  S.SS) ;  3-5,  Marignac  (J.  Pharm.  Ch.,  III. 
xii.  15");  (),  Rammelsberg  (Min.  Ch..  T,  A.  Streng  (B.  H.  Ztg.,  xx.  'iGOj;      Stronieyer  (Gel. 

Anz.  Gott.,  iii.  l'.i!.'H,  1819);  1',  Plair  i^cliw.  J.,  xlv.  In:-;,  1825);  10.  v.  Hauer  (Jalirb.  G.^Reichs., 
1854,  TG);  11,  G.  J.  Brush  (Am.  J.  ScL,  II.  xxvi.  (M);  12.  John  (Chcm.  Unt ,  i.  171);  13,-.Marig- 
nac  (L  c);  14,  v.  Plauer  (1.  c,  1853.  147);  15,  Gillacher  (ZS.  Ferdiuaudeums,  1844,  2);  16,  T.  S. 
Hunt  (Rep.  G.  Can.,  ISGo,  483) ;  17,  E.  W.  Root  (Am.  J.  Sci.,  II.  xlv.  47) ;  18,  19,  Smith  &  Brush 
(.\m.  J.  Sci.,  II.  xvi.  50);  20-23.  T.  S.  Hunt  (Rep.  G.  Can.,  1852,  95,  1863,  484);  24,  Fehenberg 
(Ber.  Xat.  Ges.  Berne,'  1866);  25,  A.  Knop  (Jahrb.  Min,  1859,  558);  26,  28,  A.  Svanberg 
(Fogg.,  liv.  2. -.9,  Ak.  H.  Stockh  ,  1840);  27,  A.  Erdmami  (Ak,  H.  Stockh.,  1848);  29,  30,  Lehunt 
&  Blytlie  (Thomson's  :Min.,  i.  330);  31,  Mallet  (Ramm.  5th  SuppL.  148);  32,  33,  J.  A.  Galbraith 
(J.  G.  Soc.  Dubhn,  vi.  165);  34,  A.  Streng  (1.  c);  35.  Seidel  (Beschr.  Baden,  Carlsruhe.  oo,  1861); 
3«j,  Raminelsbei-g  (Pogg..  Ixii.  152);  37,  Karatiat  (Pogg.,  Ixxviii.  575) ;  38,  A'auquelin  (Ann.  de 
Ch.,  xlix.  88);  39.  40rKlaproth  (Beitr.,  v.  19,  21);  41,  John  (Chem.  Unt.,  i.  12&);  42,  Thoreld 
(Act.  Soc.  Sci.  Eenn.,  iii.  815);  43,  Nessler  (Beschr.  Baden.  Carlsruhe,  32,  18t)l,  Jahresb..  1861); 
44.  John  (Ann.  Phil.,  iv.  214);  45,  v.  KobeU  (J.  pr.  Ch.,  11.  295);  46,  John  (Chem.  Unt.,  L  c.) ;  47, 
Krieg  (^Ramm.  Min.  Ch..  576);  48,  Herget  (Jahresb.,  1863,  822): 


Aue,  Finite 
Penig,  " 
Saxon  V,  " 
Cliamouuv,  " 
St.  Pardoiix,  " 

Elbingerode,  " 
Greenland,  Gieseck. 

"  (?) 

Diana,  "  (pj) 

Norway,  Lyihroden 
Fleims,  Lwbener.  (|) 


Batliurst,  Wilsonite  (j) 
S.  Lawrence  Co.,  " 
Jeflerson  Co.,  Dys. 


19.  " 

20.  St.  Nicholas,  Par.  {^) 
21. 

22. 
23. 
24. 
25. 
26, 
27. 
28. 

Yd. 

30, 
31. 


St,  Francis,  " 
Stan  stead,  " 
Grindelwald  Gl. 
Chemnitz,  Pinitoid 
Tunaberg,  Polyarg. 

Aker,  Rosite 
Killiney,  Kdliaite 


Dalker. 

Auerijerg.  Finite 

Sasbachwald. 

Zorge.  Li.iliomarge 

Sehemnitz 

China,  yivh.,  Agahn. 

green, 
Nagyag.  "  " 
China,  red  " 
Fhilaud,  Gongylite  (j) 


Si 

46-  83 

47-  0(> 

46-  10 

44-  70 

47-  50 

48-  92 
47-51 

46-  r8 
480 

45-  88 
45-67 
44-62 
44-()7 

44-  45 

45-  1 H 

47-  .  0 

47-  46 
44-80 

46-  70 

48-  46 

48-  10 
50-50 
50-30 
46-81 
47*77 

44-  13 

45-  12 
44-9  i 

49-  08 
47  -93 
52-89 

50-  45 
50  11 
50-95 
50-43 
49-75 
49-50 
56 

54-  50 

55-  0 
5  5  "50 
55-22 


^1 

27-  65 

28-  36 
32-46 

31-  64 
31  80 

32-  29 

31-  17 

33-  83 

32-  5 

26-  93 
31-51 
37  36 
36  51 

:-;8-75 
3tV5  < 
31-19 

30-  51 

34-  90 

31-  01 

27-  55 
•i8-70 

33-  40 

32-  60 

35-  15 

32-  65 
35-12 
35-64 

34-  50 
30-60 
3  1  -04 

33-  24 
30-13 
•J9-37 

30-  62 

28-  89 

29-  88 
27-45 
29 

3t-00 
33-0 

31-  O0 
21-80 


Fe 


Pe 

8-71  

7-86   

4-27   

6-57  

3-92  

3-49   

  1-85 


Mg  Ca 

1-  02  0-49 

2-  48  0-79 

2-26  

2-86  

  0  92 

1-30  0-51 


Na 

0-  40 

1-  07 
G-46 

0-  95 

1-  78 


4-0 


0-  27 

1-  00 


6-30 
0-77 


2-20 
2-75 


 1-75 

2-28 
'2  63  — 


3-01 


3-69 


1-55 
l-iiO 
1-5 
7-87 

3-  48 
tr. 

1-40   

tr.  1-58 
1-56 

4-  19  (1-95 
3-63  0-53 
0-42  0-66 


1-24  0-15 


0-8S 
8-00 
0-92 
2-79 
0-42 
0-89 

2-  43 

3-  60 


6-  52 
10-74 

9-00 

7-  89 
9-05 
9-14 

7-  23 
6-20 
6-5 
4-84 

8-  21 

9-  90 
6-45 

8-  07 

9-  ;^0 

8-78 
6-87 


0-96 
0-14 

0  69 


6-61 
1 

0-75 

0-  5 

1-  25 
4-80 


  0-50 

5-08  2-02 
4-?0  1-41 
tr.  1  -00 
tr.  1-20 

1-  43  0-65 
8-94  0-49 

  1-43 

 0-26 

  2-45 

2-  27  1-08 

2-  33  0-46 

3-  27  

3-53  1-09 
2-23  1-03 
2-48  0-35 

  3-48 

 1-47 

1-03  0-72 


tr. 
2-05 

2-  10 
tr. 

0-99 

5-56 
5-88 

3-  59 
0  68 

0-  72 

1-  45 

0-34 
0-35 

0-43 
5-56 
2 


tr.  11-68 
2-35  5-16 
1-53  4-49 
0-63  8-10 

undet. 


0-  49 

1-  50 


0-95 
0-60 
0-12 

3-68 


 2-00 

-  5-90  0-77 
31 


0-45 


9-68 

5-  86 

6-  73 
6-93 
6-f.3 
6-72 
6-06 
4-94 

4-  >l 
6-71 
9-74 

5-  12 

-  6-35 
10-20 

-  7 

-  6-25 

-  7-0 

-  5-25 
4-46 


H 

7-80  =  99  42  Ramm. 

3-  83  =  102-13  Ramm. 
5-45  =  100  Marignac. 
5-39=  loO  Marignac. 
5-u3  =  l()0  Marignac. 

4-  27,  Mn  0-11  =  100-03  R. 
9-02  (with  C)=99-72  S. 

4-  89.  Mn  1-15  =  96-71  S. 

5-  5  =  98-0  Pfaff. 

6-  82  =  93-64  Ilauer.  [B. 
6-97,  Ca  C  0-32  =  100-28 

6-  On=99-73  John. 
5-05=  100- 19  Marignac. 

[4-7r,J  =  l(il-03  Ilauer. 

4-  70  =  99-01  (Ellaeher. 

5-  43  =  99-55  Hunt. 
(5-0 :>  =  99-43  Root. 
5-38,  Mn  0-30  =  99-94 

Smith  &  Brush. 
5-30=98-88  S.  &  B. 

7-  14=99-81  Hunt. 

8-  40  =  99-53  Hunt. 

5-  36  =  98-99  Hunt. 

6-  50  Hunt. 

5-25=1 00-99  Fellenberg. 

4-  19=101-40  Knop. 

5-  29,  Mn  0-30  =  99-22  S. 

4  62.  Mn  0-19  =  99-56  E. 
G-5;!,  Mn  0-19  =  99-4s  S. 

lo-t  0=  l()U-43  Lehunt. 
ltt-00.  Mu  1-26  =  99-80  B. 

3-  67.  Li  0-46  =  99-92  M, 

7-  5s  =  98-54  Galbraith. 
> -113  =  98  42  Galbraith. 
5-25  =  99-86  Streng. 
5-84=97-44  SeideL 
5-48  =  99-97  Ramm. 
5-10  Karatiat. 

5  =100  Vauquehn. 

4-  00  =  99-50  Klaproth. 
3-0  =  98-5  Klaproth, 

5-  00  =  100  John. 

5-77,  Mn  0-32  =  99-49  T 
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Si  Al  Fe    Fe   Mg  Ca  Na  K  H 

43.  Baden,  Oosite  58-69  22-fe9           4-0!)  0-22    1-14  4-94  8-30  =  1 00*27  Nossler 

44.  Oclisenkopf  55-00  30-CO  I'OO   17  =)   G-2o  6-50  =  99-50  John. 

45.  Tamsweg,  Oncosin  52-52  3(r88  U-80  3  82      0-38  4-60  =  99  00  Kobell. 

46.  Saxony  51-50  b2-5()  1-58    3  (^0    6-00  5-13,  Mn  0  12  =  99-83  J 

47.  Sclilackenwald,  Z277<.  52-40  31-94  123            144    1-73  5  41  5-00  =  99-16  Krieg-. 

48.  Ems,  Nassau,  ^reeft  53-15  :  3-56                 0-!7  0*21    [4-7ti]  8  21  =  100  Herget. 

In  'i  so-called  'oinitoid  schist  of  the  valley  of  Eaibl,  apple-green  in  color,  Tschermak  found  (Ber. 
Ak.  Wien,  lii.  4-1^3) :  iSi  62-0,  ^1  18-1,  Fe  4-1,  Mg  1-6,  Ca  TS,  Na  1-0,  K  4-1,  H  6-2,  C  0-4  =  99. 
There  is  a  large  excess  of  silica,  which  may  be  due  to  free  silica,  if  the  rock  is  not  rather  a 
pyrophyllite  schist. 

A  pinite-like  mineral  from  the  phylhte  of  Petit-Coeur  in  the  Tarentaise,  Savoy,  afforded  A. 
Terrell  (C.  R.,  liii.  12(.)  Si  oo-QO,  Al  36  45,  Fe  0-37,  Ca,  Mg  0-45,  K  5-01,  Na  tr.,  P  tr.,  H  7  96  = 
100  24.    The  composition  is  the  same  with  that  of  the  containing  schist. 

Gmelin  obtamed  (Kastn.  Arch.,  i.  226)  for  the  Auvergne  pinite.  Si  55-96,  Al  25-48,  etc. ;  but 
the  later  analyses  (Xos.  5,  6,  above)  show  that  his  results  are  erroneous.  The  Neustadt  red 
pinite  is  an  anhydrous  mineral;  it  gave  Ficinus  (Schw.  J.,  xxvi.  280)  Si  54-6,  Al  23-6,  Fe  7-8,  Mn 
1-6,  .MgO-8,  K  11-2,  H  1-2  =  100-8;  and  Massahn  (Trommsdorff's  N.  J.,  iv.  2,  324)  Si  45-0,  Al 
30-0,  Fe  12-6,  K  12-4=100. 

The  following  are  analyses  of  gigantolite  and  iberite :  1,  Wachtmeister  (Fogg.,  xlv.  558);  2, 
Marignac  (J.  Pharm.  Ch.,  III.  xii.  150,  Ramm.  Min.  CIl,  836);  3,  Komonen  (Nord.  Beskrifn.  FinL 
Min.,  151);  4,  Norlin  (CEfv.  Ak.  Stockh,,  1844,  219): 

Si       ^1       iFe      Mn     Mg     Ca     Xa      K  H 

1.  Tamela,  46-27    25-10    15  60    0-8«    3-80    1-20    2  70    6-00,  F  ?r.,  Wachtm. 

2.  "  "  42-59    26  62    15  73    0-95    2-n3    0-86    5'44    5-89=  1 00  71  Mar. 

3.  "  45-5      ->6-7      13-8      0-9      2-4      5  8      6-2  =  101 -3  Komon. 

4.  Montalvan,  J&enYe  40  90    30-74    17-18    1-33    0-80    0'40    0-04    4  57    5-57  =  lul-53Xorlin. 

Pyr.,  etc. — In  the  closed  tube  gives  off  water,  which  frequently  reacts  alkaline.  B  B.  some 
varieties  fuse  easily  with  intumescence,  while  others  fuse  quietly  and  with  more  difficulty.  Ap- 
precialjly  attacked  by  strong  muriatic  acid. 

Obs. — Gieseckite  has  been  attributed  by  many  authors  to  the  alteration  of  nephelite  (ela?olite). 
Pisani  (C.  R.,  Ixii.  lH24)has  found  the  latter  mineral  from  Brevig,  Norway,  partly  altered  to  a 
brick -red  material  which  is  true  gieseckite  in  nature  and  composition.  On  the  same  specimen  is 
found  true  translucent  elseolite,  atlording  only  I'-i  p.  c.  of  water  on  calcination,  and  entirely  solu- 
ble in  dilute  acids ;  by  the  side  of  this,  red  spots  where  alteration  has  commenced ;  and 
beyond,  the  mineral  changed  to  a  brick-red  uniform  material,  mostly  opaque,  with  some  trans- 
lucent spots  of  unaltered  eljTeolite.  This  red  material  afforded  5-9  p.  c.  of  water,  aud  dissolved 
only  partially  in  dilute  nitric  acid,  leaving  an  abundant  red  deposit.  On  separating  the  insoluble 
portion  by  treatment  with  cold  dilute  nitric  acid,  this  aflbrded,  ou  analysis.  Si  46-95,  Al  34-65,  Fe 
1-86,  Mg  0-58,  Ca  0-08,  Na,  Li  0  7 1,  K  8-71,  H  5-58  =  99-72,  thus  showing  that,  besides  taking  up 
water,  the  soda  of  the  elsBolite  had  been  replaced  almost  wholly  by  potash. 

423A.  Keurolite  Thomson  (Min.,  i.  354,  1836)  is  greenish-yellow,  imperfectly  fohated  in  texture, 
consisting  of  thin  fibres  of  some  breadth  but  rather  obscure,  but  "  not  the  least  appearance  of 
crystalhzation."  H.=4-25.  G.  =  2-476.  B.B.  whitens,  but  does  not  fuse.  Composition,  accord- 
ing to  Thomson,  Si  73*. '0,  Al  17*35,  Pe  0-40,  Mg  1-50,  Ca  3-25,  H  4-30  =  99-^.  From  Stanstead, 
Lower  Canada.  It  has  been  doubtful  what  mineral  Dr.  Thomson  had  in  hand  in  making  his 
description.  But  according  to  T.  S.  Hunt  (Rep.  G.  Can.,  1863,  485),  neui elite  is  a  quartzose  vari- 
ety of  woodlike  agalmatoHte.    His  analysis  afforded  (1,  c.) : 

Si  Al  Fe  Mg  Na,  K  H 

50-30  32-60  tr.  1-20  undtt.  6*50 

It  occurs  at  Stanstead,  forming  a  belt  150  feet  wide;  in  some  places  granular  and  nearly  pure, 
in  others  schistose  and  containing  quartz.  A  thin  layer  has  a  banded  structure,  ligneous  in  *dp« 
pearance,  with  a  shiny  satin  lustre.  It  is  translucent,  of  a  wax  or  amber-yellow  color ;  feel 
unctuous. 

423B.  A  mineral  near  pinite  in  composition  has  been  described  by  Descloizeaux  (Bull.  G.  Soc ,  IL 
yxii.  25).  It  occurs  in  rounded  grains,  of  a  waxy  structure  and  greenish  color,  distributed  in  tho 
anhydrite  of  Modane.  Thin  plates  without  double  refraction,  according  to  Descloizeaux.    H.  =  3- 
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G.  — 2-66.  Yields  water  in  closed  tube.  B.B.  fuses  with  intumescence  to  a  white  enamel 
Scarcely  attacked  by  muriatic  acid.    Pisani  obtained  (Bull.  G-.  Soc,  1.  c): 

Si  48-20     ^1  19-70     Fe  3-38     Mg  12  80     Ca  I'G-i     K,  Na,  Li  (by  loss)  7-22     H  7-06  =  100. 

423.  OATASPILITE.    Kataspilit  Tgelsirom,  (Efv.  Ak.  Stockh.,  1867,  14. 

Pseudomorphous  after  iolite,  and  presenting  its  forms. 

II.  =  2-5.    Lustre  pearly.    Color  ash-gray.  Subtranslucent. 

Comp,— Near  pinite.  0.  ratio  for  S,  K,  Si,  H=3  :  5  :  8  :  1 ;  (|  R^+f  ^If  Si'  +  f  fl.  Analy 
sis  :  Igelstrom  (1.  c.) : 

Si  4i)  05      Al,  with  some  Fe,  28-95       Sig  8-20       Ca  7*43       Na  5-25      K  6'90      ign.  S'22 

Gr.  J.  Brush  found  in  a  pale  greenish  pagodite  from  China  (priv.  contrib.)  Si  41*50,  ':&[,  with  httle 
Pe,  31-30,  Mg  12-25,  Xa  0*60,  K  6-42,  H  7-50=99-67,  approaching  the  above,  but  affording  the 
0.  ratio  3:6:9:3  =  1:2:3:1.  Igelstrom  obtained  but  1  p.  c.  of  water  in  one  trial,  and  in  his 
formula  makes  the  cataspilite  anhydrous. 

Pyr.,  etc. — Fuses  on  cliarcoal  rather  easily  to  an  enamel-hke  bead.  Decomposed  by  muriatic 
acid,  with  a  separation  of  fiocculent  siUca. 

Obs. — From  a  gray  chlorite  rock  at  Longban,  in  Wermland,  Sweden,  distributed  through  it  in 
druses  as  large  as  peas.    Named  from  K-uruo-TrtA,!^;.;,  in  allusion  to  this  mode  of  occurrence. 

424.  BIHARITE.    Agalmatolith  (fr.  Retzbanya)  Haid.,  Ber.  Min.  d.  k.  k.  Hofk.,  Wien,  1843. 

Biharit  K.  F.  Feters,  Ber.  Ak.  Wien,  xliv.  132,  1861. 

Massive ;  fine  granular  or  niicrocrystalline. 

II.  =  2'5.  G.  =  2'T37,  yellow  var.  Lustre  greasy,  inclined  to  pearly. 
Color  yellowisli  to  green,  brownish,  dull  wine-yellow,  oil-green,  leek-green. 
Translucent  to  hardly  subtranslucent.  Feel  a  little  greasy.  Optically 
doubly  refracting. 

Comp.— 0.  ratio  for  R,  K,  Si,  H=2  :  1  :  3  :  |,  nearly;  whence  (f  (Mg,  Caf +^  ^1)- Si^+H  fi. 
Analysis:  Soltesz  (1.  c),  after  removing  4-68  Ca  C: 

Si  ^1        3Fe         Mg        Ca        Na         K  fl 

41-74       13-47        tr.         28*92       4-27        tr.         4-86       4-46  =  97-72. 

Pyr.,  etc. — In  the  tube  yields  water.  B.B.  infusible  (the  green  var.),  or  only  fusing  on  the 
thinnest  edges  (yellow). 

Obs. — Occurs  imbedded  in  a  fine  granular  limestone  in  the  Biharberg,  near  Retzbanya. 

425.  PALAGONITE.  Palagonit  Sartorius  v.  WaltersTiawsen,  Subm.  Yulk.  Ausbr.  Val  di  Noto, 
etc.,  Gott,  1846;  Vulk.  Gest,  1853.  Bunsen,  Ann.  Ch.  Pharm.,  Ixi.  265,  1847,  Pogg.,  IxxxilL 
219,  1851.    Melanhydrit  A  Krantz,  Verb.  uat.  Yer.  Bonn,  xvi.  154,  1859. 

Amorphous.  In  grains  and  fragments  aggregated  into  a  tufa-like  rock, 
or  as  a  constituent  of  tufa  or  volcanic  conglomerate. 

H.=I:  — 5.  G=:2'4  — 2*7  ;  1*82,  melanhydrite.  Lustre  vitreous  or  greasy, 
or  like  pitclistone.  Color  amber-yellow,  yellowish-brown,  colophonite- 
brown,  garnet-red,  blackish,  black.    Streak  yellowish,  brownish-yellow. 

Comp. — 0.  ratio  for  R,  R,  Si,  H=l  :  2  :  4  :  ti;  and  for  bases  and  silica  3  :  4,  as  in  pinite,  kao- 
linite,  and  serpentine,  to  which  species  the  mineral  is  therefore  related.  Formula  (f  ( R^,  3Pe,  ^1) 
-fi  H')^  Si^+ M  aq.  Has  been  regarded  by  Bunsen  a  combination  of  unisilicates  R- Si^ -f «  aq, 
and  bisilicates  (R^)  Si^  +  naq,  who  writes  for  the  palagonite  of  Iceland  the  formula  R'-^Si^  i-R'^ Si* 
+  waq;  and  for  that  of  the  Galapagos,  2  R^  Si^-l-R^  Si^-t-waq. 
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Analyses  by  y.  "Waltershausen  (1.  c.) ;  means  of  results  after  gangue  excluded : 


Si 

Al 

Mg 

Ca 

Xa 

K 

-rr 
11 

I. 

1. 

Krisuyik 

40-68 

14-59 

14-24 

7-65 

6-V*5 

1-84 

0-45 

13-60 

11. 

2. 

Hecia 

40-75 

8-42 

17-99 

4-54 

8  64 

0-62 

0-44 

18-60 

3. 

Laxa 

42-28 

11-14 

16-71 

6-39 

5-68 

1-80 

16-00 

4.  Yal  di  Noto 

38-69 

13-61 

14-51 

6-13 

8-38 

1-07 

1-35 

16-26 

IlL 

5. 

Galapagos 

38-07 

13-03 

9-99 

6-58 

7-54 

0-70 

0-94 

23-15 

6. 

36-94 

11-56 

10-71 

6-28 

7-95 

0-55 

0-78 

25-23 

lY. 

7. 

SiidafeU 

41-46 

10-91 

18-12 

4-80 

8-54 

0-64 

0-40 

14-49 

8. 

Yal  di  Note 

41-26 

8-60 

25-32 

4-84 

5-59 

1-06 

0-54 

12-79 

V. 

9. 

40-86 

10-07 

20-54 

3-28 

4-46 

3-99 

]-10 

15-70 

YI. 

10. 

11 

34-99 

6-02 

20-50 

11-02 

6-08 

0-92 

093 

19-54 

"Waltershausen  calculates  for  chrysolite,  and  sometimes  carbonate  of  lime,  present  as  impurity 
and  gives  the  following  for  the  correct  composition  under  the  above  types,  I.  to  YL,  to  which  h« 
assigns  the  names  and  formulas  annexed.    The  compounds  are  mainly  hypothetical : 

h: 

1216=Il»SiM  2fiSi+6H. 
17-67=    "  '  +9H. 

23-26=R3  Si-t-2  K  Si+ 12  H. 
12-84=:RSi+KSi  +  3H. 
15-93=    "       "  +4H. 
1816=R2  Si+fi  Si+5  H. 
14-22=R^Si+3KSi+9H. 

The  Trinacrite  is  dull  brown,  and  cleavable  or  micaceous,  and  is  mixed  with  his  hypothetical 
Siderosilicite,  a  hydrous  silicate  of  sesquioxyd  of  iron  and  alumina. 

The  following  are  Bunsen's  results— gangue  excluded  (loa  cit,  and  Ramm.  Min.  Ch.,  865): 


§1 

^1 

^e 

Mg 

Ca 

Na 

K 

I.  Palagoniie 

41-90 

12-72 

16-74 

6-86 

6-71 

1-92 

0-99 

II. 

40-62 

11-03 

15-86 

5-44 

7-23 

0-62 

1-53 

III. 

3S-96 

12-75 

10-71 

6-53 

5-96 

0-65 

0-90 

lY.  Korite 

44-07 

12-00 

19-47 

4-95 

5-53 

0-70 

0-44 

Y.  HijMte 

40-86 

10-22 

20-68 

2-61 

4-58 

4-(i5 

1-12 

YI.  Notite 

36-96 

6-H6 

21-66 

11-64 

3-26 

0-97 

0-99 

YII.  Trinacrite 

31-8-2 

5-25 

33-95 

4-57 

2-0  7 

4-19 

3-42 

Si 

Al 

Fe 

.Alg 

Ca 

Xa 

K 

H 

1. 

Iceland 

39-01 

11-60 

14-79 

6-30 

914 

0-G6 

0-70 

17-80 

2 

40-74 

8-42 

18-00 

4-54 

8-75 

0-62 

0-43 

18-50 

3. 

39-;^2 

11-88 

15-29 

7-92 

5-41 

0-56 

0-28 

19-34 

41-28 

11-03 

13-82 

6-49 

8-75 

062 

0-65 

17-36 

5. 

40-30 

14-45 

]4-Gt) 

7-57 

ti-88 

1-82 

0-44 

13-50,  P  0-44. 

6. 

39-08 

8-G9 

20-00 

7-29 

8-09 

ii-35 

0-94 

13-56 

7. 

41-80 

13-61 

13-78 

8-20 

8-82 

1-23 

1-41 

11-15 

8. 

42-29 

11-15 

16-72 

6-89 

5-67 

1-79 

15-99 

9. 

Galapagos 

36-95 

11-56 

10-71 

6-27 

7-95 

G-55 

0-77 

25-24 

10. 

38-07 

13-03 

10-00 

6-58 

7-o4 

0-70 

0-95 

28-13 

11. 

38-72 

11-60 

11-66 

8-75 

5-37 

1-70 

1-84 

20-36 

1-i. 

Cape  Yerdes 

35-76 

11-76 

14-95 

11-22 

3-89 

2-47 

19-95 

13. 

Limburg,  yic.  hnh. 

48-96 

9-94 

10-54 

3-04 

4-98 

1-04 

0-82 

2()-G8 

14.  Ilonnef,  Melanhydr. 

41-63 

18-72 

2-36 

5-23 

l-07Mn2  5lFe7-83 

20-71  Wack. 

Pyr.,  etc. — Yields  water.  B.B.  fuses  easily  to  a  black  magnetic  glass.  Decomposed  by  muri- 
atic acid  with  gelatinization. 

Obs. — Tufas  are  formed  through  the  action  of  waters,  and  often  that  of  heated  waters  or  steam 
accompanying  an  eruption  of  lavas,  on  the  granulated  volcanic  rock,  or  volcanic  sand ;  and  in  the 
process  the  protoxjd  of  iron  of  the  pyroxene  of  the  rock  becomes  more  or  less  completely 
changed  to  sesquioxyd,  and  water  is  taken  up,  aud  so  the  palagouite  is  produced.  As  the  volcanic 
rock  is  made  up  generally  of  pyroxene  and  a  feldspar  always  in  very  variable  proportions, 
uniformity  in  such  results  of  alteration  is  not  possible. 

Bunsen  observes  that  palagonite  is  the  basis  of  the  basaltic  tufas  of  Germany,  France,  Azores, 
Canaries.  Cape  Yerdes.  Tortugas.  and  probably  also  of  those  of  the  Pacific  Islands.  Melanhydrde 
(anal.  14,  by  Wackernagel  1  c,  and  Ramm.  Min.  Ch.)  is  velvet-black  to  brownish-black,  and  occurs 
in  irregular  nodules  in  a  decomposed  wacke  at  Schmelzertlial  near  Honnef,  on  the  Rhine. 
amca  jjaiagoniie  Ircra  Palagonia,  one  of  its  localities  in  Sicily. 


426.  FAHLUNITE.    Fahlunit  (fr.  Fahlun)  Hisinger,  Mm.-Geogr.  Sverige,  22,  1808.  Tri- 
clasit  (fr.  ib.)  J.  F.  L.  Eausmann,  Moll's  Efem.,  iv.  39G,  1808.  Hydrous  iohte  (fr.  Abo)  v.  Bom- 
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,dorff,  Ak.  H.  Stockli.,  156,  1827.  Auralit  (ib.)  Bonsd.  Hydrous  Tolite,  Bonsdorffite,  Thorns, 
Miu.,  i.  '278,  323,  1836.  Raumit  (from  Raumo,  Finl.)  v.  Bonsdorff.  Weissit  (fr.  Fahluu)  WaclitA 
oveister,  Ak.  H.  Stockh.,  1827.  Esmarkit  A.  Erdmann,  Ak.  H.  Stockh.,  18'^,  1840.  Praseo- 
lite  (fr.  Brakke)  Erdmann,  ib.  Chlorophyllite  (fr.  Unity,  Me.)  C.  T.  Jachson,  Rep.  G-.  X.  Hamp., 
152,  18-41,  Am.  J.  ScL,  xli.  357,  1841.  Peplolit  (fr.  Ramsberg,  Swed.)  Carlsson,  CEfv.  Ak.  Stockh., 
241,  1S57.  Pj'rargillit  (fr.  Helsingfors)  N.  Nord.,  Jahresb,,  xii.  1832,  174.  Polychroiiith 
Weibye,  Jahrb.  Min.,  1846,  289.    Aspasiolit  Scheerer,  Pogg.,  IxviiL  323,  1846. 

In  six-  to  twelve-sided  prisms,  but  derived  from  pseudomorphism  after 
i()]ite.    Cleavage  :  basal  sometimes  perfect. 

H.  =  3'5  —  5.  G.=2'6  —  2'S.  Lustre  of  surface  of  basal  cleavage  pearly 
to  waxy,  glimmering.  Color  grajisli-green,  to  greenisli-bi'own,  olive-  or 
oil-green ;  sometimes  blackish-green  to  black  ;  streak  colorless. 

Var. — This  species  is  a  result  of  alteration;  and  considerable  variation  in  the  results  of 
analyses  should  be  expected.  The  crystaihne  form  is  that  of  the  original  iolite,  while  the  basal 
cleavage  when  distinct  is  that  of  the  new  species  faLlunite. 

I.  Triclasite  and  foMunife  were  from  the  same  locality,  Fahlun,  Sweden.  The  mineral  has  the 
above  characters.  BonsdorMte  and  aiLralite  are  Bonsdorff's  Hydrous  wlUe,  from  Abo.  Finland,  and 
identical  with  fahlunite.  The  name  triclasite  aUudes  to  three  cleavages,  and  is  therefore  bad,  as 
they  are  not  cleavages  of  the  species,  but  in  part  of  the  original  iohte.  Fahiuaite  dates  from  the 
same  year. 

Esmarkite  is  fahlunite.  Color  grayish-green  to  whitish,  with  a  greasy  lustre.  G.  =  2-7iiO; 
H.  =  3'5.    (b)  Praseolite  is  similar  from  Brakke,  near  Brevig,  in  gTanite.     H.  =  3-r);  Ct.  =  2-To4. 

(c)  Baumiie,  from  Raumo  in  Finland,  is  of  like  nature  and  origin,  according  to  A.  E.  Xor- 
denskiold  (Beskrifn.  Finl.  Min.\  although  analysis  gives  a  somewhat  different  constitution. 

(d)  Chlorophylliie  from  Unity,  Maine,  is  like  falilunite  in  composition,  etc  ;  H.  on  base  of 
prisms=  l"o  — 3  :  Gr.  =  2*705.  Named  from  y  ■  '  ''>'>;.'/''--'',  and  0:.\a  ,  '''-'.'/■.  {':)  F'-ploUte  ?i'om  Rams- 
berg. Sweden,  has  the  composition  essentially  and  form  of  esmarkite;  U-.  =  2-tiS  — 2-75. 

2.  PyrargdUte  is  near  fahlunite,  and  probably  essentially  the  same,  tliougli  coataining  more 
water  and  less  of  protoxyd  bases.  Form  the  same,  but  cleavage  not  distinct ;  color  blackish, 
bluish,  liver-brown,  or  in  part  dull-red;  H.  =  o'5;  G.  =  2"5:  lustre  weak  resinous.  It  is  from 
granite  near  Helsiugfors,  Finland.    Bischof  has  shown  that  it  is  only  altered  iolite. 

3.  Pohjchroilite  has  been  referred  here.  It  occurs  in  six-sided  prisms  of  1:.:0',  without  distinct 
cleavage  H.  =  :!  — o*.^;  lustre  greasy;  color  blue  and  green  of  different  shades,  and  also  brown 
and  brick-red.    Occurs  in  gneiss  at  Krager  )e,  Xorway. 

4.  A-sjja-sio  ite  occurs  in  prisms  hke  those  of  fahlunite,  but  with  the  cleavage  less  distinct;  H.=: 
3  — 3'5;  G.  — 2-7i;4;  color  green  to  greenish-gray,  ciouded  with  brown  or  red.  It  is  from  Kra- 
geroe,  Xorway,  with  iolite  in  quartz. 

HuronVe  Thomson  (Min.,  i.  3S4,  1836).  Considered  an  altered  mineral  near  fahlunite,  by  T.  S. 
Hunt.  Occurs  in  spherical  masses  in  hornblendic  boulders  in  the  vicinity  of  Lake  Huron.  Struc- 
ture partly  in  imperfect  folia,  and  partly  granular.  H.  =  3  — 3*5  ;  G.  =  2\^tj;  lustre  waxy  to  pearly  ; 
color  light  yellow  ish-green  ;  subtranslucent.  Weissite  Wachcmeister,  is  like  fahlunite  in  most  of 
its  characters,  but  differs  in  composition,  and  may  belong  elsewhere.  Occurs  of  bluish  and  green 
colors  at  Fahlun.  in  masses  as  large  as  hazel-nuts,  in  chlorite. 

Comp.— 0.  ratio  for  Ft,  if.  Si,  1:3:5:1;  whence  the  formula  ( >  ( H.  R +  |  ( Al.  Fe))''  Si^  the 
water  being  basic,  and  entering,  as  already  suggested,  to  make  up  the  dehciency  of  bases  in  the 
uiiisihcatc.  In  some  kinds,  the  same  with  the  addition  of  H.  The  0.  ratio  of  iolite,  the  original 
of  the  species,  is  1  :  3  :  5. 

Analyses:  1,  Hisinger  (Afh..  iv.  210);  2,  3.  Trolle  T\'achtmeister  (Ak.  H.  Stockh.,  1827,  213,; 
4.  Bonsdorff  (Ak.  H.  .-tockh.,  1^27);  5.  Malmgren  (Arppe"s  Fiusk.  Min.,  1861.  58o,  Verb.  Miu. 
St.  Pet.,  1S62,  15i);  G,  Erdmann  (.Jahresb.  1S41,  174)  ;^,  C  T.  Jackson  (Rep.  G.  X.  H.,  1844, 
184);  8,  Rammelsberg  (Min.  Ch.,  833);  9,  Er  lniauu  (1.  c. );  10,  .J.  Staudinger  i  Bonsdorff,  1.  c.;; 
11,  Carlsson,  Amark  and  Sieurin  (1.  c.) ;  12,  Xordeuskiukl  [}.  c; ;  13,  Scheerer  (Pogg..  Ixvhi.  323) 
14,  Wachtmeister  (Ak.  H.  Stockh.,  18:^7): 

Si       ^1       Fe        Mn     Mg    Ca     K  II 

1.  Fahlun,  Tricl.  46-79    26  73    S'Ol  Mn  0*43    2-97    13 '50 =95 -43  Hisinger. 

2.  "         "     U.     "  44-HO    30-10    3-S6        •.i-24    6-75    r35   1-93  9-35,  F  ir.=:  1 00-23  W. 

3.  "         "      crysf.  44-95    :su-70    7-22        1-90    6-04  0-95    1-38  8-65=101-79  W. 

4.  Aho,  Bonsd.  45        30        5    9    11  =  100  B. 

5.  Aur.  41-76    31-25    S-35        0-30    4-73  1-78   I'SO  10-44=100-11  Mahn. 
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6.  Brevig,  Esmarh. 

7.  Unity,  Chloroph. 
8       "  " 

9.  Brakke,  Pras. 


Si  ^ 
45-97  32-08 


Fe 
3-83 


0-41 


Mg 


45-  20  27-60         8"24  4-08  9-60 

46-  :U  25-17  3Fe  10-99  fr.  10-91 
40-94  28-79    "    7-40   0-32  13-73 


10.  Paumo,  Eaumite  43*00  19  00 
H.  Eamsberg,  Pe^;/.    (1)  45-95  30-51 

12.  Helsingfors,  P?/rar^.  43*93  28-'J3 

13.  Krageroe,  Asiyas.        50*40  32-88 

14.  Fahlun,  Weissite        59-69  21-70 


12-55  

7-99  0-50 


»  19-20  - 
6-77  - 

5-30    2-90* 

2-34   8-01 

1-43   0-63  8-99 

With  some  Mn  O. 


Ca     K  fl 

 5-49,  Ca,  tb,  Cii,  Oo, 

Ti  U-45=:9b-55  Erclmann, 

 o  60,  P  tr.  =  98-32  J. 

0-58    6-70=100-66  Ramm. 

 7-38,  Ca,  ti,  Cu,  J>b,  Cc 

0-50= 99-06  A.  Ercimann. 

  6-00  =  99.75  Staudinger. 

  8-30  =  100-02  Carlsson. 

1-05  15-47,Xa  1-85  =  99-43  K 

  6-73  =  99  86  Scheerer. 

4-10    3  20,  Xa  0*68,  2n  0-3C 
=  100*72  Wachtmeister. 


In  pohjchroilite  Dahl  found  (l-  c.)  Si  52,  Al  37.  Fe  3,  Mg  7,  Ca  1,  H  1  ;  and  Scheerer  obtained 
about  6  p.  c.  of  water.  The  huromte  afforded  Thomson  (1.  c.)  Si  45-80,  Al  33-92,  Fe  4-32,  Ca  8*04, 
Mg  1-72,  H  4-16=97-96  ;  it  is  stated  to  be  infusible  and  not  attacked  by  acids. 

An  ash-gray  mineral  from  Potton,  Canada  East,  as  analyzed  by  Tennant,  is  near  weissite  in  com- 
position. Tennant  obtained  (Rec.  Gen.  Sci.,  iii.  339)  Si  55  05,  Al  22*60,  Fe  12-60.  Mn  tr.,  Mg  5-70, 
Ca  1-40,  H  2-25  =  99-60;  and  gives  H.  =  l-75,  G.  =  2-8263.  T.  S.  Hunt  says  it  is  probably  only  a 
rock,  and  not  a  mineral  species,  as  he  judges  from  a  specimen  he  has  seen  so  labelled  (private  com- 
munication). 

Gigantolite  and  Ilerite  much  resemble  fahlunite.  and  like  it  are  results  of  the  alteration  of  iolite, 
occurring  in  large  six  to  twelve-sided  crystals.  But  they  contain  potash,  and  are  therefore  re- 
lated in  composition  to  pinite,  of  which  they  seem  to  be  impure  varieties.    See  under  Finite. 

Pyr.,  etc.- — Yields  water.  B.B.  fuses  to  a  white  blebby  glass.  Not  acted  upon  by  acids. 
PyrargiUite  is  difficultly  fusible,  but  is  completely  decomposed  by  muriatic  acid. 


427.  GROPPITE.   Svanherg,  (Efv.  Ak.  Stockh.,  iii.  14,  1846. 

Crystalline,  with  one  distinct  cleavage  affording  a  broad  cleavage  surface,  and  two  others  less 
distinct. 

H.  =  2*5.  G-.  =  2-73.  Thin  splinters  translucent.  Color  rose-red  to  brownish-red.  Streak 
paler.    Fracture  splintery. 

_  0.  ratio  for  %  K,  §i,  H  =  2  :  3  :•  6  :  2,  whence,  if  half  the  water  be  basic,  {I  (H^  R')  +  i 
3Fe)f  Sr-'+H.    Analysis  by  Svanberg: 

Si       ^1      ¥g     Mg     Ca      Xa     K  H 
45-01    22*55    3-06    12*28    4-55    0-22    5-23    7-11,  undissolved  0*13  =  1 00*13. 

Pyr. — In  a  matrass  yields  water.    B.B.  whitens,  and  on  thin  edges  shows  only  incipient  fusion. 
Svanberg's  formula  is  the  same  as  for  ottrelite. 
From  a  limestone  at  Gropptorp  in  Sweden. 

428.  VOIGTITE.  E.  E.  Schmid,  Pogg.,  xcvii.  108,  1856.  Rastolyte  Shep.,  Min.,  1857,  Append., 
p.  vi.,  and  Am,  J.  Sci.,  II.  xxiv.  128. 

In  small  crystals  and  scales,  mica-like  in  structure  and  aspect. 
H.=2— 3.    G.  =  2'91.    Lustre  pearly.     Color  leek-green,  often  yellow- 
ish or  brownish  from  alteration.    Thin  scales  translucent. 

Oomp.— 0.  ratio  for  ^,  Si,  H=  1  :  1  :  2  :  1 ;  RH  i  fi)'  Si'+  3  H,  or  the  same  as  that  of  bio- 
tite  with  the  addition  of  water. 

Analyses:  1,  Schmid  (I.  c);  2,  Pisani  (C.  R.,  liv.  686,  Am.  J.  Sci.,  xxxiv.  208): 

Si         ^1  Fe       Mg       Ca      Xa,  H 

1.  Ehrenberg  33-83      13*40      8-42      23  01      7*54     2*04     0*96     9-87  =  99*07  Schmid. 

2.  Bastolyte  34-98     21-88    28-44     6-24      9-22  =  100-76  Pisani 


Pyr.,  etc. — In  a  glass  tube  yields  water,  sometimes  exfoliates,  and  becomes  brown  and  metallic 
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in  lustre.  B.B.  fuses  easily  to  a  black  glass,  with  the  reaction  of  iron.  Attacked  by  muriatic 
acid,  givinp:  a  yellow  solution,  and  the  msoluble  part  becomes  after  some  days  colorless. 

Obs. — Yoigtite  constitutes  the  mica  in  a  kind  of  graphic  granite  at  Ehrenberg  near  Ilmenau. 
Rastolyte  is  in  ash-gray,  reddish,  and  bluish  lauiinas,  looking  like  an  altered  mica,  at  Monroe,  N".  Y., 
mixed  udth  pyrite,  and  probably  formed  through  the  action  of  the  decomposing  pyrite  on  mica. 

Xamed  after  Mr.  Yoigt,  director  of  the  mines  of  Saxe-AVeimar. 

Eakaiiq)titt  of  Kenngott  (p.  307)  is  a  similar  hydrous  biotite  with  less  water. 

Another  from  Kio  Janeiro,  closely  related  to  the  above,  has  been  described  by  Kenngott  in  hia 
Uebersicht  for  1856  -57,  p.  80.  It  is  in  dull  green  short  prismatic  crystals,  in  granite.  Composi- 
tion, according  to  r.  Hauer  (L  c),  Si  32-33,  Al  20-47,  Fe  2ij'25,  Mg,  by  loss,  7-75,  Ca  0*85,  K  2-02, 
ign.  lO-oS. 

429.  MARGARODITE.    Margarodit  Schafkdutl,  Ann.  Ch.  Pharm.,  xlvi.  325,  1843. 

Like  miiscovite  or  common  mica  in  ciystallization,  and  in  optical  and 
otlier  physical  characters,  except  iisuallj  a  more  pearlj  lustre,  and  the 
color  more  commonly  whitish  or  silvery. 

Comp.— 0.  ratio  mostly  1:6:9:2;  whence  the  formula  (R^,  H')  +  |A:1)2  Si^  the  water 
being  basic.  Sometimes  0.  ratio  1  :  9  :  12  :  2,  whence,  [i  (K^  H^)  +  f  Al)'-  Si^;  but  this  divi- 
sion belongs  with  damourite,  if  the  two  are  distinguishable.  This  species  appears  to  be  often,  if 
not  always,  a  result  of  the  hydration  of  muscovite,  there  being  all  shades  of  gradation  between 
it  and  that  species.  Muscovite  has  the  0.  ratio  for  bases  and  silica  of  4  :  5,  or  nearly ;  and  the 
deficiency  of  base  for  a  unisihcate  here  indicated  appears  to  be  the  source  of  its  tendency  to  take 
up  water,  the  water  passing  in  to  supply  it. 

For  analyses  and  locahties  see  under  Muscovite  fp  .S()9). 

A  hvdrous  mica,  accompanving  cyanite,  at  Litchfield,  Ct.,  afforded  Smith  &  Brush  (Am  J.  Sci., 
II.  xv.''210)  Si  44-.,G.  Al  36'23!^  Fe  1-34,  Mg  0-37,  Ca  O'oo,  Xa  4-10,  K  6-20,  H  5-26.  Mn,  F  tr.= 
Vt8-60.  It  is  a  soda-potash  mica  intermediate  between  margarodite  and  paragonite;  0.  ratio 
1  :  7t :  10  :  2;  G.  =  2-76. 


430.  DAMOURITE.    Ddesse,  Ann.  Ch.  Phys.,  III.  xv.  248,  1845. 
An  ao:gregate  of  fine  scales,  mica-like  in  structure. 

11.  =  :^  — 3.  Gr.  =  2-792.  Lustre  pearly.  Color  yellow  or  yellowish-Avhite. 
Optic-axial  divergence  10  to  12  degrees,  Descl. 

Comp. — A  hvdrous  potash-mica,  like  margarodite,  to  which  it  is  closely  related.  0.  ratio  for 
R,  R,  Si,  H,  1  :  y  :  1 2  :  2. 

Analyses  :  1,  Delesse  (1.  c.) ;  2,  Igelstrom  (B.  H.  Ztg.,  xxv.  308)  : 

Si       ^1       Fe       K  H 

1.  Pontivy  45-22    37-85      ir.     11-20    .^•25  =  99-52  Delesse. 

2.  Horrsjoberg      43-41    35-17    4  62    10-90    4  50,  Mg  1-40  =  1U0  Igelstrom. 

It  is  the  gangue  of' cyanite  at  Pontivy  in  Brittany;  and  the  same  at  Horrsjoberg,  Wermland. 
Kamed  after  the  French  chemist  Damour. 

4:-iiiA.  Sericite  Lid  u\nu  Ch.  Pharm.,  Ixxxi.  257).  A  scaly  mineral  from  a  silky  schist,  occur- 
ring at  Xerothal  near  V\'iesbaden.  H.  =  l;  G-.  =  2-897;  greenish  or  vellowish-white.  It  aftbrded 
List  .Si49  o0,  Al  23  G.'),  Fe  s  OT,  Mg  U-94,  Ca  0-63,  Xa  1-75.  K  yll.^H  3-41,  Ti  1-69.  Si  F"  1  60  = 
ii'U-i4.    Jrupposed  to  be  near  damourite.    Xamed  from  its  silky  lustre. 

431.  PARAGONITE.    Paragonit  Schafhdidl,  Ann.  Ch.  Pharm.,  xlvL  334,  1843.  Pregrattit 
L.  Liebener,  Keung.  Ueb.  18i5l,  53,  1862. 

Massive,  sometimes  consisting  distinctly  of  fine  scales  ;  the  rock  slaty  or 
schistose.    Cleavage  of  scales  in  one  direction  eminent,  mica-like. 

H.==2*5  — 3.     Gr.=:2*779,  paragonite,  Scliafhaiitl;   2-S95,  pregrattite, 
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(Ellaclier.  Lustre  strong  pearly.  Color  yellowish,  grayish,  grayish- white, 
greenish,  light  apple-green.    Translucent ;  single  scales  transparent. 

Comp. — A  hydrous  soda  mica.  0.  ratio  for  R,  tj,  Si,  H=l  :  9 :  12  :  2,  or  1:1  for  bases  and 
silica,  if  the  water  be  made  basic.  Formula  (i(H'^,  Xa^)-t-f  Al)'^  Si^;  the  pregrattite  has  a  little 
more  of  protoxyd  bases,  the  0.  ratio  being  1  :  7*3  : 9  :  1  -  7  =  3  :  22 :  27  : 5,  or  nearly. 

Analyses  :  1,  Schafhilutl  (1.  c);  2,  Rammelsberg  (ZS.  G.,  xiv.  761);  3,  OEllacher  (Kenng.  Ueb., 
I.C.): 

Si        ^1       3Fe     ]\[g     Ca     Xa       Iv  H 

1.  Paragonite    50-20    35-i)0     2-36      8-45    2-45=:99-36  Schafhaiitl. 

2.  "      (|)46-81    40-06      ir.     O-Ho    1-26    6-40     tr.     4-82=  100  Eamm. 

3.  Fregraitite    44-65    40-41  Fe 0-84    0-37    0-52    7-06    1-71    5-04,  €r  0-10= 100-7 0  CEllacher. 

Pyr.  — B.B.  the  paragonite  is  stated  to  be  infusible.  The  pregrattite  exfoliates  somewhat  hke 
vermiculite  (a  property  of  some  cliuochlore  and  other  species),  and  becomes  milk-white  on  the 
edges. 

Obs. — Paragonite  constitutes  the  mass  of  the  rock  at  Monte  Campione,  in  the  region  of  St. 
Gothard,  containing  cyanite  and  staurotide,  called  paragonitic  or  talcose  schist.  The  rock  also 
contains  garnet  and  black  tourmaline.  Named  from  -updyoj,  I  mislead.  The  pregrattite  is  from 
Pregratten  in  the  Pusterihal,  Tyrol. 

A  Brevig  mica  aflorded  Defrance  5  p.  c.  of  soda,  but  with  much  less  silica  than  above.  See 
under  Lepidomelaxe,  p.  307,  where  relations  to  other  Brevig  mica  are  stated,  that  tend  to  show 
that  it  is  an  altered  mica. 

432.  EUPHYLLITE.    Silliman,  Jr.,  Am.  J.  Sci.,  II.  viii.  381,  1849. 

Structure  as  in  mica,  but  laminae  not  as  easily  separable. 

II.  =  3-5— 4-5.  G.  =  2-l)(33  — 3-008,  Silliman;  2-83,  Smith  &  Brush. 
Lustre  of  cleavage  surface  bright  pearly,  inclining  to  adamantine.  Color 
white  to  colorless  ;  sides  faint  grayish  sea-green  or  whitish.  Transparent 
to  translucent ;  at  times  opaque  or  nearly  so.  Laminae  rather  brittle. 
Biaxial;  angle  between  the  optical  axes  71i°,  Silliman. 

Comp.— 0.  ratio  for  R,  S,  Si,  H=  1:8:9.2;  whence  +  f  Si^+ 1  H=,  if  Ca:  K :  Xa= 
3:4:  11,  Silica  41-6,  alumina  42*3,  lime  1-5,  potash  3'2,  soda  o  0,  water  5*5  =  100.  Analyses: 
Smith  &  Brush  (Am.  J.  Sci.,  II.  xv.  2u9) : 


Si  ^1  Fe  Mg 

1.  Unionville    40-29  43-ii0  1-30  0-G2 

2.  39-G4  42-40  TGO  070 

3.  "            40-21  41-50  l-5()  0-78 

4.  "            40  96  41-40  1  3U  0-70 


Ca  Xa  K  H 

1-01  5-16  3-94  5-00=rl( ■0-32  Smith  &  Brush. 

1-00  5-16  3-94  5-08  =  99-52  Smith  &  Brush. 

1-88  4-26  3-25  5  91  =99*29  Smith  &  Brush. 

1-1  1  4-26  3-25  6-23  =  99-21  Smith  &  Brush. 


The  specimen  for  analysis  2  by  Smith  &  Brush  was  from  the  original  one  described  by  Silliman. 
Their  results  show  that  the  earlier  analysis  of  Crooke  (Am.  J.  Sci.,  II.  viii.  38 1 )  and  those  of  Erui 
&  Garrett  (this  Min.,  3d  edit,  362,  1850)  are  erroneous.  Rrni's  and  Crooke's  specimens  were 
from  the  same  that  afforded  the  material  for  analysis  2  of  Smith  &  Brush. 

Pyr.,  etc. — In  a  matrass  yields  water.  B.B.  exfoUates,  emits  a  strong  light,  and  in  the  forceps 
fuses  on  the  edges.    Gives  traces  of  fluorine. 

Obs.— Occurs  associated  with  tourmaline  and  corundum  at  UnionviUe,  Delaware  Co.,  Pa.  The 
impression  of  the  crystals  of  tourmaliue  on  the  lateral  surface  of  the  eupliyllite  leaves  a  very 
smooth,  hard-looking  surface.  Also  in  the  same  vicinity  in  aggregated  laminae,  or  scales,  or 
compact  masses. 

Dr.  Smith  refers  here,  with  a  query,  a  mica  found  by  him  with  the  emery  of  Asia  Minor,  whicb 
afforded  him  the  following  results  (Am.  J.  Sci.,  II.  xi.  02,  xv.  210): 

gi       Al       Pe     Mg     Ca    K,  little  Xa  H 

1.  Gumuchdagh    42-80    40-61    1-30     ir.      3  0 1       undet.  5-62 

2.  Kulah  43  62    38-10    3-5o    0*25    0  52        7  83  5-51 

3.  42  71    ;^7-52    2-32     ir.      1*41       2mdct.  6-95 

4.  Xicaria  42-GO    37  45    1  70     ir.     0  68        9-76  6-20 
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They  afford  the  mean  oxygen  ratio,  excluding  tlie  water,  1 :  10  : 12.  May  be  damouriie.  A 
similar  whitish  mica,  irom  Xewhu,  Pa.,  aflbrded  S.  B.  Sharpies  Si  43,  Al  40,  alk.  7  to  8  p.  c. 

433.  CELLACHERITE.    Margarite  from  Plitschthal  CE  lacher,  Kenng.  Uehers.  1860,  49,  1&62. 
CEllacherite  Laua,  Am.  J.  ScL,  II.  xhv.  256,  1S6T. 

In  crystalline  scales  or  laminae  ;  structure  micaceous. 

G.  =  2'SStl:  — 2'9ll4.  Lustre  strong  pearly.  Color  grajisli-wliite  to  wliite. 
In  thin  plates  transparent.  Elastic.  Double  refraction  strong  ;  optic-axial 
angle  in  the  air  79^  '11'  for  the  red  ray,  78^  -15'  for  the  blue,  or  the  same  as 
in  muscovite  ;  Descl. 

Comp. — O.  ratio  for  R,  R,  Si,  H,  1 : 4  :  6  :  1  ;  whence  the  formula,  if  H  he  basic,  (R',  H^)+ 
j^l/Sil  Remarkable  for  the  presence  of  bar}'ta.  Analyses:  1,  CEilacher  (L  c.) ;  2,  Ramraels- 
berg  (ZS.  G.,  xiv.  763): 

Si       Al       Fe     Fe     Mn     Cu     Mg     Ca     :6a     Sr      Xa      K  H 

1.  42  o9    3n-lS    0-Sl    1  74    0  12    0-31    4-85    1  03    4-65    O'uB    1*42    7-61    4-43  =  99-93  (E. 

2.  43-07    32-79    1-85    O'ol    2  'jO    0-23    5*91    uadeL       4-26  Ramm. 

Obs. — Occurs  near  Kemmatin  PfitsclithaL  along  with  the  chlorite  analyzed  by  Hetzer  (p.  502). 
The  locality  is  about  12  miles  in  a  direct  hue  from  that  of  margarite  (p.  506). 

434.  COOKEITE.    G.  J.  Brush,  Am.  J.  Sci.,  11.  xli.  246,  1866. 

In  minute  scales,  and  in  slender  six-sided  prisms,  sometimes  vermicularly 
bent.    Often  as  a  coating. 

II.  =  :^'5.  G.  =  2'70.  Lustre  pearly  on  plane  of  cleavage.  Color  white 
to  yelluwish-greeii.    In  thin  scales  transparent.    Flexible,  inelastic. 

Comp.  0.  ratio  for  R,  R  gi.  H,  1  -93  :  21 :  18-74:  11-91,  Brush=l :  10  :  9 :  54.  Approaches  a 
hydrous  hthia  mica  in  composition.    Analysis  :  P.  CoUier  (1.  c.) : 

Si        Al       Li       K       3  SiF- 
Q)  34-93    44  91    2  82    2-57    13-41    0-47,  H  exp.  at  lOO'C.  0-38  =  99-49. 

Three  determinations  of  the  silica  obtained  35-04,  34-0.^,  35-71  p.  c.  The  alumina  contained  a 
little  oxyd  of  iron. 

Pyr..  etc. — B.B.  exfohates  like  vermiculite,  and  colors  the  flame  intense  carmine-red.  In  the 
closed  tube  rtelds  water,  which  i.'^  at  first  neutral,  then  becomes  acid  by  decomposing  the  fluorid 
of  silicon  evolved,  while  a  ring  of  silica  is  deposited.  Tube  shghtly  etched.  Fusible  on  thin  edges, 
and  gives  blue  color  with  cobalt  solution.  With  phosphorus  salt  gives  skeleton  of  sihca.  Par- 
tially decomposed  by  sulphuric  acid. 

Obs. — Occurs  with  tourmaline  and  lepidnlite  at  Hebron  and  Paris,  Me.,  oft^n  as  a  pearly  coat- 
ing on  crystals  of  rubellite,  of  which  it  appears  to  be  a  product  of  alteration. 

435.  HISINGERITE.  Hisiugerit  (fr.  Riddarhyttan)  Berz.,  Fogg.,  xiii.  505.  18^8.  Degeroit 
Iloirnherg^  Bidr.  Finl.  Xat.,  L  4,  Min.  &es.  St.  Pet.,  1850,  1851,  X.  Xordenskiold,  Yerz.  Finl. 
Min.,  1852.    SkotioUt  Arppe,  Finsk.  Min.,  13,  1857. 

Amorphous,  compact,  without  cleavage. 

II.  =  '3.  CT.  =  o"Ui5.  Lustre  greasy,  inclining  to  vitreous.  Color  black 
to  brownish-black.    Streak  yellowish-brown.    Fracture  coiichoidal. 

Var.— (1)  Hisingerite.  (2)  Degeroite.  G.  =  2-54.  Holmberg;  B.  =  2-5;  color  blackish-green  to 
black.  (3)  Scotioiiit ;  G.=3  09 ;  H.  =  3  ;  color  dark  green  to  black  (and  named  from  aKon  ji,  dark) : 
contains  much  magnesia,  and  less  water  than  hisingerite. 

Comp. — 0.  ratio  for  S-rR,  Si,  11=2  :  3  :  3 j  formula,  making  one-third  of  the  water  basic,  (R^, 
R)-Si^-i-4aq,  or  specially,  (^HV         3Fe))'^  Si^+4aq.    In  the  latter  formula  'B.^  includes  some 
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Fe,  Mg,  Ca,  and  occasionally  Mn.  Excluding  R,  the  percentage  composition  is  Silica  35-9,  ses- 
quioxyd  of  iron  42-6,  water  2  To  =  100.  Cleve's  analysis  makes  the  scotiolde  of  Lougban  essen- 
tially hisingerite;  and  that  of  Orijarvi  may  be  an  impure  variety  (anal.  15). 

Analyses:  {,  IJisiuger  (Pogg.,  xiii.  505);  2-11,  Cleve,  Oeberg,  Lindstrom,  Nordenskioid, 
Thoreld  (CEfv.  Ak.  Stockh.,^  I.s66,  1G9);  12,  Rararaelsberg  (I'ogg.,  ]xx7.  398);  18,  14,  Tlioreld 
(Min.  Ges.  St.  Pet.,  1850,  51,  (Efv.  Ak.  Stockh.,  186i>,  16y);  15,  Arppe  (1.  c): 


^1 

Fe 

Fe 

Mn 

Mg 

Ca 

H 

1.  Riddarliyttan 

2.  •* 

3G-30 



44-39 







20-70  =  101-39  Haidinger. 

35-02 

1-20 

39-46 

2-20 

0-80 

tr. 

21 -70,  undec.  0-95=101  33  Cleva 

3! 

35-08 

1-38 

40-28 

2-23 

0-85 

0-36 

20-78=100-46  Oeberg. 

4.  Solberg,  Norway 
5. 

35-33 

32-14 

7-08 

3-60 

22-04=  lOO  iy  Cleve. 

3  7 -5  5 

1-17 

80-57 

7-00 

2  91 

1-41 

20-32=100-93  Lindstrdm. 

6.  Jordosen 

34-90 

36-00 

9-20 

2-G7 

18-46  =  101-23  Cleve. 

T.  Longbau 

35-71 

27-70 

7-52 

3-02 

1-68 

1-48 

22-83  =  99-94  Nordenskiold. 

8.  Wiilclemarsvik 

33-66 

39-90 

2-30 

2-95 

21-09  =  99-9(1  Nordenskiold. 

9.  Orijurvi 

30-92 

81-87 

8-92 

2-06 

21-09=100-86  Lindstr6m. 

10.  Tunaberg 

37-14 

1-39 

30  24 

3-H2 

0-17 

6-06 

21-56  =  99-58  Cleve. 

11.  Longbaii,  Scotiolile 

12.  Riddarhyitan,  His. 

36-73 

34-97 

3-09 

ir. 

8-75 

15-80  =  99-84  Cleve. 

33-07 

34-78 

17-59 

0-46 

2-56 

11-54=100  Rammelsberg. 

13.  Degero,  Dtgtroiie 

14.  " 

36-00 

0-80 

41-56 

1-16 

2-50 

2-90 

13-70,FeP0-26,und.  150  Thor. 

34-45 

U-75 

38-63 

1-08 

2-33 

2-70 

19-54,  undec.  1-40  Thoreld. 

15.  Orijarvi,  ScotioUtt 

40-97 

0-60 

26-04 

15-63 

0-38 

15-12  =  9^-74  Arppe. 

The  part  of  the  water  driven  off  at  100°  C.  was  in  anal  2,  11-20 ;  4,  11-66  ;  5,  13-11 ;  6,  9-33 ; 
7,  12-19;  8,  9-37  ;  9,  l8-5ti ;  10,  10-61;  11,  6-30;  14,  11-60;  15,  7-49. 

Pyr.,  etc. — Yields  much  water.  B  B.  fuses  with  difficulty  to  a  black  magnetic  slag.  With  the 
fluxes  gives  reactions  for  iron.    In  muriatic  acid  easily  decomposed  without  gelatinizing. 

Obs. — Found  at  the  various  locahties  mentioned  above.  At  Kiddarhyttan  it  occurs  in  reniform 
masses  associated  -with  pyrite  in  a  copper  mine,  and  is  a  result  of  alteration ;  at  Degero,  near 
Helsingfors,  Finland,  in  a  silver  mine. 

Named,  after  the  Swedish  chemist,  Hi  singer. 

Melanolite  Wur tz  {ihis,  Min.,  679,  185n).  Approaches  hisingerite.  It  is  black,  opaque,  with 
streak  dark  olive-green;  H.  =  2;  (t.  =  2  69.  Surface  of  the  mineral  often  striated,  or  with  an  im- 
perfectly columnar  aspect.    H.  AYurtz  obtained,  excludiug  12-77  p.  c.  of  carbonate  of  lime: 

Si  35-36    ^14-49    ¥e  23-20    Fe  25-18    Na  r86    H  10-24  =  100-33. 


From  Milk-Row  quarry,  near  Charlestown,  Mass.,  incrusting  the  sides  of  a  fissure. 


436.  EKMANNITE.    Ekmannit  L.  J.  Igelsirdm,  (Efv.  Ak.  Stockh.,  1865,  B.  H.  Ztg.,  xxvi.  21, 

1867. 

Foliated,  clilorite-like.  Also  foliated  columnar  and  asbestiform,  radiated  ; 
also  granular  massive,  consisting  of  minute  scales. 

Hardness  and  lustre  as  in  chlorite.  Color  grass-green,  leek-green,  graj- 
isli-wliite ;  also  black. 

Comp. — 0.  ratio  for  R+K,  Si,  H=4  :  6  :  3,  with  the  bases  msLm\y  protoxyds  (Fe,  Mu) ;  only 
one-third  to  one-sixth  being  sesriuioxyds  (Fe,  Al),  and  regarded  as  impurity  by  Igelstrom,  For- 
mula (I  (Fe,  Mn)H-^lIj'-^  Si  +  ^  H,  in  which  two-thirds  of  the  water  is  made  basic.  Analyses: 
1-6,  Igelstrom  (L  c): 


1.  Fol.  mass.,  grass-gn. 

2.  Fol.-coL,  gyh-w.  ■ 

3.  Fol.-mass.,  leek-gn. 

4.  Gran.-raass.,  grass-gn. 

5.  Ashes/if.,  green 

6.  Fol.-ruass.,  green 


Si 

^1 

3Pe 

Fe  Mn 

Mg 

Ca 

H 

34-30 

tr. 

4-97 

35-78  11-45 

2-99 

lU-51 

=  100, 

36-42 

1-07 

4-79 

24-27  21-56 

ir. 

ir. 

9-91 

=  98-02. 

40  30 

5-08 

3-60 

25-51  7-13 

7-64 

10-74 

=  100. 

37-07 

5-85 

38-20 

6-82 

2-73 

9-71 

=  99-88. 

37-69 

36  07'^  14-74 

11-51) 

=  10n. 

36-82 

3-63 

31-09  9-29 

7  53 

tr. 

10-71 

=  99  07. 

With  perhaps  some  alumiua. 
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Pyr.,  etc.— On  heating  yields  water,  becomes  black,  submetallic,  and  after  ignition  slronglj 
magnetic.    B.B.  fuses  to  a  black  slag.    Soluble  in  muriatic  acid,  with  a  deposition  of  silica. 

Obs. — From  a  mine  of  magnetite  at  Grythyltan,  in  Sweden,  filling  cavit;e<  iu  the  ore,  pene« 
trating  it  extensively,  and  constituting  nodular  masses  and  beds.  Anal.  4  is  of  the  ure-u  interior 
of  a  nodule  whicli  was  black  externally.  Some  of  it  contains  carbonate  of  lime,  and  some  aiibrds 
when  heated  a  bituminous  odor. 

learned  after  G.  Ekmann,  proprietor  of  the  mine. 

Alt. — Becomes  black  on  exposure,  through  oxydation. 

437.  NEOTOOITE.  Xeotokit  Nordenskiold,  Yerz.  Finl.  Min.,  1852.  Wittiiigit  id.,  ib. 
Yattenhaltigt  Manganoxid-silikat  J".  F.  Bahr,  CEfv.  Ak.,  1850,  240.  Stratopeit  L.  J.  Igeldrom, 
ib.,  1851,  143  (with  mention  of  "Neotokit"  and  "  Wittingit "). 

Amorphous. 

II.  — 3— 4.  (t.=:2-64— 2-8.  Lustre  dull,  sometimes  feeLlj  submetallic. 
Color  black  to  dark  brown  and  liver-brown.  Streak  dark  brown  to  black. 
Opaque. 

Comp.,  Var. — The  amorphous  mineral  substances  here  included  are  results  of  the  alteration 
of  rhodonite,  in  which  the  manganese  passes  from  the  state  of  protoxyd  to  that  of  sesquiox^-d, 
and  other  changes  take  place  through  the  presence  of  any  ingredients  in  the  altering  niiiitrating 
waters.  A  uniformity  of  composition  is  not  thertfore  to  be  expected,  and  much  dou'jt  must  exist 
as  to  the  reality  of  the  species  which  any  chemical  analyses  may  seem  to  inilicat^\  Tiio  must 
recent  analyses  (anal.  2  to  5  below)  have  a  correspondence  in  oxygen  ratio  wliioli  aii}>i.'ars  1 1  sli.  iw 
that  there  is  among  them  at  least  one  true  hydrous  silicate  of  mangraiese.  ami  tiuit  it  is  reiated 
iu  composition  to  hishigerite.   The  0.  ratio  for  H-i-tj,  Si,  H,  in  analysis  1  is  li-G'.*  :  19i  1  :  14-32: 

ir.56:  18-Gy:  14-8G;  4,  12-11  :  19-(»9  :  14-02;  5,  13-04  :  18-34  ^15-44:  each  of  which  corres- 
pond ([uite  nearly  to  2  :  3  :  21,  and  to  the  general  hisingerite  formula,  Itf  Si^+3  aq,  in  which 
two-fifths  of  the  water  is  made  basic. 

Sto  ocite  (anal.  4.  5)  is  here  included  by  A.  E.  Xordenskiold  along  with  stratopeite.  and  good 
authority  appears  thus  to  be  given  for  setting  aside  the  older  analysis  of  it  by  IgL'l.-tr..m  (anal.  G). 
In  stra/opt^.te,  (r.  =  2-64,  according  to  Igelstrom;  in  neotocde  and  iciUiugdt,  (j.=-2-T  —  2-8.  according 
to  X.  Xordenskiold. 

Bahr's  and  Svanberg's  analyses,  9-12,  give  a  different  composition,  as  tlie  manganese  is  made 
sesquioxyd;  but  new  determiDatious  are  required  before  these,  or  the  analyses  of  wittingite.  can 
be  taken  as  representing  distinct  chemical  compounds.  Bahr  writes  for  analyses  'J.  M),  U,  Mn- 
Si^-r3  H;  and  for  anal.  12,  obtains  the  0.  ratio  for  E-j-R.  Si,  U,  13-9  :  IT-G  :  8-5.  The  ivUtingite 
analyzed  by  Arppe  (anal.  7)  contained  7-21  p.  c.  of  carbonic  acid,  corresponding  to  18-82  p.  c.  of 
carbonate  of  manganese. 

Analyses :  1,  Igelstrom  (1.  c);  2-5,  Cleve  and  A.  E.  Xordenskiold  (CEfv.  Ak.  Stockh.,  186t;.  160, 
J.  pr.  Ch.,  c.  121);  6,  IgelstrOm  (Xord.  Verz.  Finl.  Min.,  1852,  Beskrifn.  Finl.  Min.,  138,  1«63);  7, 
Arppe  (Finsk.  31iu.,  21);  8,  Xordenskiold  (J.  pr.  Ch.,  c.  122j;  9-12,  Bahr  (1.  c): 


Si 

^1 

Fe 

Fe 

Mn  Mn 

Ca 

H 

1. 

Paisberg,  Stratopeite 

35-43 

l()-27 

32-41   

8-04 

13-75  =  99-90  Igelstrom 

2. 

35-fe3 

8-20 

  29-37 

8-66 

16-11,  1*0  C-lo  C. 

8. 

35-05 

1-3G 

  38-49 

5-27 

0  47 

lG-72,  To  X. 

4. 

Gestrikland,  Keotocite 

35-79 

10-90 

13-93 

  20-51 

2-44 

0-52 

15-77  =  !J'j-m;  Xord. 

5. 

34-38 

1-57 

18-58 

2-88 

 22-G7 

2-50 

17-37  =  99-95  Cleve. 

6. 

Ingoa  " 

35-G9 

0-40 

25-08 

24-12   

2-90 

0-55 

10-37  =  99-1 1  lu-eistr. 

7. 

Wittingi,  Wiitingite 

35-01 

3-50 

43-20 

11-03.  C  7-21  =  '.':r95  A 

8. 

Bredvik, 

39-72 

2-OG 

34  7G 

1-21 

0'G9 

21-9-5=  l(J(r42  Xord. 

9. 

Klapperud 

36-20 

1-11 

0-70 

47-91  

4-43 

0-61 

9-43=10<)-:-;L)  Bahr. 

10. 

36-11 

0-90 

11-31 

42-()U   

U-57 

0  70 

[9-43j=  101-39  Svanb. 

11. 

(. 

34-72 

l-(i9 

10-45 

4i-64   

0-36 

0-56 

9-7 6  =  99 -O^  Bahr. 

12. 

33-81 

1-03 

7-53 

 46-18 

1-42 

0-72 

9-57  =  lub-20  Bahr. 

Pyr.,  etc. — Yields  much  water.  Reactions  with  borax  for  manganese  and  iron.  Difficultly 
fusible  to  infusible. 

Obs. — Occurs  with  rhodonite  at  Paisberg  in  Fihpstad,  Sweden  {siratopeite)  \  Gestrikland  {neoio- 
cite)  in  Sweden;  at  Ingoa  (/6.),  Finland;  at  Wittingi  (ivittmgite)  in  Storkyro,  Finland;  at  Bred- 
vik iib.)  in  West  Gothland;  at  Klapperud  in  Dalecarlia,  Finland. 

Xamed  from  ft^Toxus,  of  recent  origin.    This  name  antedates  stratopeite. 
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438.  STUBELITE.    Stubelit  Breith.,  B.  H.  Ztg.,  xxiv.  322,  1865. 
Eeiiiform  and  botryoidal  massive. 

H.=4— 5.  Gr.  =  2*223  — 2*263.  Lustre  vitreous,  brilliant.  Color  velvet  to  pitchy  black.  Streai 
dark  brown.    Fracture  conchoidal,  distinct.    Brittle.    Analysis  by  Stiibel  (L  c.) : 

Si  Al  Fe         3rfn  Cu         Mg  fl  CI 

2H-99       5-37        10-18       21-89        15-25       1-03       16*85       0-77  =  98-33. 

Obs. — Occurs  at  the  island  of  Lipari.    Named  from  Dr.  Alphonse  StiibeL 


439.  GILLINGITE.  Svart  Stenart  (fr.  Gillinge)  Hisinger,  Afh.,  iii.  304,  1810.  Gillingit 
Hisinger,  Min.  Geogr.  Schwed.  (Wohler  s),  102,  1826.  Thraulit  (fr.  Bodenmais)  v.  Kob.,  Pogg., 
xiv.  67,  1828.  Traulit. 

Araorplioiis — compact. 

H.=3.  G.=3"0:l:5,  Ilisinger,  fr.  Gillinge.  Lustre  sliining  to  dull;  sur- 
face of  fracture  earthy.    Color  black  or  blackish. 

Comp.,  Var.— 0.  ratio  for  R+S,  §i,  H=,  nearly,  1:1:1;  whence  (]&^  Si'+6  aq.  (1)  In 
anal.  3,  of  g/lling/te,  E'*  :  K=2  :  5  ;  in  4,  7  :  9*5,  or  nearly  3:4.  (2)  For  anal  7,  of  ihrauiiie,  v. 
Kobell  adopts  the  same  0.  ratio,  1:1:1,  observing  that  the  mineral  analyzed  contained  some 
mixed  pyrrhotite.  Analvses:  1,  Hisinger  (Afh.,  iii.  304);  2,  Eammelsberg  (Pogg.,  Ixxv. 
398);  3,  4,  Hoglund  and  Taram  ((Efv.'Ak.  Stockh.,  1866,  169,  J.  pr.  Ch.,  c  123);  5,  Hermann 
(J.  pr.  Ch.,  xlvi.  238) ;  6,  Hisinger  (Pogg.,  xiii.  505) ;  7,  v.  Kobell  (1.  c.) : 


Si  XI  Fe  Fe 

27-50  5-5U  51*50  

"                          32-18   3ii*10  8-63 

"                           27*88    31*62  18*-29 

"                          29-85  2-96  34-23  11*66 

Orijarvi,  Hismg.         29-51    10-74  37-49 

Bodenmais,  Thraulite  31-77    49-87 

"              "         31-28    43-42  5*70 


1.  Gillingo 

2,  " 
3. 
4. 
5. 
6. 
7, 


Mn     Mg     Ca  H 

Mu  0*77   11-75  =  97-02  His. 

4*22    5-50  19-37  =  100  Ramm. 

6-95    13-92  =  99-83  Hoglund 

3-12    0-50  15-52  =  100-53  Tamm. 

  13-00  =  98-52  Herm. 

  20  00  =  101-64  His. 

    19-12  =  99-52  KobelL 


1-  17 

2-  69 


Pyr.,  etc. — Yields  much  water.  B.B.  fuses  easily  to  a  black,  slaggy.  opaque,  magnetic  globule. 
Decomposed  by  muriatic  acid. 

Obs. — From  Gillinge-Grube,  in  Sodermanland,  Sweden,  whence  the  name.  Thraulite  (named 
from  QpavXoi,  fragile)  occurs  at  Bodenmais,  three  leagues  from  Zwiesel,  in  Bavaria,  with  vivianite, 
etc. 


440.  JOLLYTE.    JoUyt  y.  Kobell,  Ber.  Ak.  Munchen,  1865,  168. 
Compact,  amorphous. 

H.  =  3.  G.r=2'61.  Lustre  weak  greasy.  Color  dark  brown  ;  in  thin 
splinters  transpai'ent,  with  green  to  brownish-red  color ;  the  coarse  powder 
is  liglit  leek-green,  the  line,  light  grayisli-green  ;  in  some  positions  the 
powder  ai)pears  ochre-yellow.  Fractnre  subconchoidal  and  splintery.  In 
thin  splinters  shows  double  refraction. 

Comp.-O.  ratio  for  R,  fi,  Si,  H=l  :  2  :  3  :  2;  (i  -k'+i  '^\f  Si='+4  H,  if  Fe  :  Mg=3  :  2,=  - 
Si  35-5,  S:l  27-0,  Fe  17-0,  Mg  6-3,  H  14-2  =  100.    Analysis:  v.  Kobell  (1.  c): 

Si  35-55       Al  27-77       Fe  16-07       Mg  6-66       H  13-18  =  99-83. 

Pyi.,  etc. — In  the  closed  tube  yields  water.  B.B.  swells  up  and  fuses  \\-ith  difficulty  on  thin 
elges  to  a  black  mass,  which  is  not  magnetic,  or  only  slightly  so;  with  the  fluxes  gives  the  reac 
tious  for  iron.   Decomposed  readUy  by  muriatic  acid,  leaving  gelatinous  siUca. 
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Obs. — Occurs  at  Bodenmais  in  Bavaria,  with  pyrite,  vivianite,  iolitp,  etc.  Resembles  a  hisin- 
gerite  in  which  tlie  iron  is  replaced  by  alumina.  It  is  disting'uished  from  this  mineral,  as 
well  as  from  (iillinuite,  by  tlie  green  color  of  its  powder,  and  by  yielding  a  residue  before  the 
blowpipe  wliicli  is  ))ut  slightly  magnctie.    Xamed  after  the  physicist,  Gr.  Jolly. 

L.  Siemanu  observes,  in  a  letter  to  the  author,  that  this  species  is  very  similar  to  fahlunite. 

441.  KpiciiLOmiE  Bamm.  (Pogg..  Ixxiii.  437,  1849).  Fibrous  or  columnar,  between  sehiller  spar 
and  chlorite  in  its  characters  H.  =  2  — 2  5;  G.  =  2*76;  color  dull  leek-green;  streak  white  to 
greenish:  lustre  greasy  ;  in  thin  columns  translucent  and  of  a  bottle-green  color. 

COMP.  — 0.  ratio  for  II,  K,  JSi,  11  =  4  :  H  :  9  :  4,  whence,  for  bases,  silica,  and  water,  if  half  of 
the  water  be  basic,  0  :  9  :  2.    Analysis  (1.  c.) : 

Si  40-88    Al  10-9G    Pe  h-T2    Fe  8-96    Mg  20  00    Oa  O'CS    H  10'18  =  100-38. 

B  B.  fuses  only  in  thin  fibres  with  difficulty.    "With  the  fluxes  reaction  of  silica  and  iron. 
Forms  veins  ni  a  rock  resembling  serpentine  at  Harzburg.    Named  in  allusion  to  its  being  near 
chlorite  in  characters. 

44-2.  PoLYHYDRiTE  BreitJi.  (Handb.,  ii.  334,  1841).  From  St.  Cristoph,  at  Breitenbrunn,  in 
Saxony.  Amorphous;  H.i=2  — 3;  Gr,=  2*i)95  — 2'142 ;  lustre  dull;  color  liyer-brown ;  streak 
lighter,  grayish.  According  to  Plattner,  contains  Si,  Fe,  Fe,  with  some  Al,  Mn,  and  29-20  p.  c. 
oi'  water.    In  muriatic  acid  decomposed. 

443.  LiLLiTE  Reuss  (Ber.  Ak.  Wien,  xxv.  550,  1857).  From  Przibram  in  Bohemia,  with  pyrite, 
and  arising,  apparently,  through  the  agency  of  decomposing  pyrite.  H.  =  2;  Gr.  =  3-043.^  Earthy, 
like  glaucouite;  blackish-green.  Analysis  afforded  Si  32-48,  Fe,  Fe  54  95,  H  10->0,  Ca  C  1-96, 
Fe  S  t)-63  =  100-22. 

444.  Chlorite-ltke  Mineral,  from  the  kenper  of  Altenburg,  Haushofer  (J.  pr.  Ch.,  xcix.  239). 
Color  dark  leek-green.  Stated  to  be  B.B.  infusible.  Analysis  gave  Si  29-51.  Al  1 1-54,  Fe  18  26, 
Fe  25-26,  Oa  0-52,  H  14-81=99-90.    0.  ratio  of  bases  and  siUca=l  :  1,  and  of  E,R=1  :  2. 


445.  PYROSCLBRITE.    Pyrosklerit  v.  Kobell,  J.  pr.  Ch.,  ii.  53,  1834. 

Ortliorliombic,  or  monoclinic  ;  Descl.  Cleavage  :  basal  eminent  or  mi- 
caceous ;  in  a  transverse  direction  at  right  angles  to  the  former,  in  traces. 

H.  =  3.  G.  =  2'T4,  V.  Kobell.  Lustre  of  cleavage  surface  weak  pearly. 
Color  apple-  to  emerald-green.  Translucent. 

Oomp.— 0.  ratio  for  Xj,  K,  Si.  H--^4 :  2  :  6  :  3  ;  whence  (f  R^-f  ^  ^1)'^  SiH  3  H=Sihca  88-9,  alu- 
mina 14-8,  magnesia  34-6,  water  11-7  =  100.  By  making  part  of  the  water  basic  in  this  species 
and  the  three  foUowing,  the  0.  ratio  for  bases  and  sihca  may  be  3  :  2,  and  the  formulas  as  written 
on  p.  451. 

Analysis  :  v.  Kobell  (1.  c  ) : 

gi       ^1       €r      Fe      Mg  fi 
I.  'Elba,  Pyrosderite    37-03    18-50    ] -43    3-52    31-62    ll-00  =  98-10. 

The  0.  ratio  from  the  analysis  isl3-43:6-75:19-74:9-78,  whence  20-18  :  19-74  for  the  bases  and 
silica. 

Pyr.,  etc. — Yields  water.  B.B.  fuses  at  3  8—4  to  a  grayish  glass.  W^ith  the  fluxes  reacts  for 
chromium  and  iron.    Decomposed  by  muriatic  acid  with  gelatinization. 

Obs. — Pyrosclerite  appears  to  difler  from  kammererite  in  crystalhzation  as  well  as  composi- 
tion.   It  may  include  tabergiie  (p.  496,  7,  8)  and  the  Tak-chlorite  of  Traversella  (p.  500). 

Occurs  with  chonicrite,  constituting  seams  in  serpentine,  near  Porto  Ferrajo,  Elba. 

Named  from  t: dp,  fire,  and  o-zcA/vrK,  hard  (refractory). 

445A.  Yermtculite  T.  H  Webb  (Am.  J.  Sci.,  vii.  55,  1824).  Hexagonal,  being  optically  uniaxial, 
Descl.  Occurs  in  small  fohated  scales,  distributed  through  a  steatitic  base,  and  hence  scaly-mas- 
sive. H.  =  l  — 2;  Gr.  =  2'756,  Crossley;  lustre  somewhat  talc-like;  color  grayish,  somewhat 
brownish. 
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A.nalysis:  Crossley  (this  Miu.,  3d  ed.,  291,  1850) : 

gi  35-74    *1  16-42    Fe  10*02    Sig  27-44    H  10'30=99-92. 

0.  ratio  for  R,  S,  Si,  H=13-20  :  7-66  : 19-16  :  9;14=r7  :  4:11:5,  or  approximately  4:2:6:3, 
■which  is  that  of  pyrosclerite.  General  formula  (R^,  fi)^Si^+2aq,  as  above.  Thomson  obtained 
Si  49-<'8.  ^1  7-28,  16-12,  16-96,  11  10-28;  but  he  evidently  took  the  specimen  in  mass, 
while  Crossley  separated  with  great  care  from  the  base  the  scaly  mineral  which  is  the  true  ver- 
miculite.  When  heated  exfoliates  prodigiously,  the  scales  opening  out  into  long,  worm-like 
threads,  made  up  of  the  separate  folia.  Exfohation  commences  at  500'  to  600'  F.,  and  takes  place 
with  so  much  force  as  often  to  break  the  test  tube  in  which  the  mineral  may  be  confined.  B  B. 
fuses  at  3-5  to  a  grayish-black  glass. 

Occurs  at  Milbury,  near  "Worcester,  Mass.  Named  by  Webb,  as  ho  says,  from  the  Latin  ver- 
miculor,  I  treed  worms. 

4i6.  CHONICRITE.    Chonikrit  v.  Kob.,  J.  pr.  Ch.,  ii.  51,  18B4.    Metaxoit  Arppe,  Finsk.  Min., 
Act.  Sci.  Fenn.,  vi.  580,  1861,  Holmberg,  Verb.  Min.  St.  Pet.,  1862,  145. 

Massive,  crystalline  granular,  or  compact ;  sometimes  globular,  radiated. 

H.  =  2-5  — 3.  G.  =  2-yi,  V.  Kob.  ;  2'58  — 2'61,  Arppe.  Lustre  weak  silky, 
to  glimmering  or  dull.  Color  white,  sometimes  with  yellowish  or  grayish 
spots  ;  pale  greenish-blue. 

Oomp.,  Var. — 0.  ratio  for  Ij,  Si,  B[=3  :  2  :  5  :  2.  It  is  a  lime  pyrosclerite.  Clionicriie 
occurs  only  massive,  white,  with  G-.  =  2-91,  and  has  the  lime  to  the  magnesia  as  1  :  2.  Mttaxoite 
is  greenisii-blue  to  nearly  white,  amorphous  or  crystalline  granular,  with  G.  — 2-58  — 2-61,  and 
lime  to  magnesia  about  1:1.  It  contains  more  sihca,  the  oxygen  ratio  for  bases,  silica,  and  water 
being  5:6:3.    Analyses:  1,  v.  Kobell  (L  c.) ;  2-4,  Asp  and  Hallsten  (Finsk.  Min  ,  1.  c): 

Si     ^1     3Fe      ^n    Fe      Islg      Ca  H 

1.  Chonicrite  35-69  17  12      1-46    22-50    12-60    9-00  =  98-37  Kobell. 

2.  Metaxoiie,  crysl      38-69    9-68    41     undet.  15-28   undet.  12-97  Asp. 

3        "  "  37-90    9-78    6-73    2-05    12-23    18-79  1 2-76=100-24  Asp. 

4.  amorph.   40-63  10-17    6-78   undet    11-24    16-03  12-88  Hallsten. 

Chonicnfe  gives  the  0.  ratio  for  fi,  ii,  Si,  H=]2-8  :  8  :  19-0  :  8;  or  for  bases,  sihca,  and  water, 
20-8  :  19  :  8. 

Mttaxoite,  anal  3,  gives  10-3  :  7-17  :  ':0-21  :  1 1-84  =  for  bases,  silica,  and  water,  l7-.o  :  20-2  :  11-3. 

Pyr.,  etc. — Yield  much  water  Chonicrite  fuses  with  intumescence  at  o-5— 4  to  a  grayish- 
white  glass,  and  is  decomposed  by  muriatic -acid,  the  silica  separating  in  powder.  Metaxoito 
acts  much  the  same. 

Obs. — Chonicrite  forms,  with  pyrosclerite,  seams  in  serpentine,  on  Elba ;  and  metaxoite  is 
found  near  Lupikko  in  Finland,  some  versts  south  of  Pitkaranta,  with  serpentine. 

Chonicrite  is  from  'xowsia,  fusion,  and  Kptrog,  test,  its  fusibility  distinguishing  it  from  some  allied 
species.    Metaxoite,  from  its  nearness  to  metaxite. 

447.  JEFFERISITE.    Yermiculite?  G.  J.  Brush,  Am.  J.  Sci.,  II.  xxxi.  369,  1861  ;  Jefferisite 

id.,  ib.,  xh.  248,  1866. 

Orthorhombic ?  In  broad  crystals  or  crystalline  plates.  Cleavage:  basal 
eminent,  affording  easily  very  thin  folia,  like  mica.  Surface  of  plates  often 
triangularly  marked,  by  the  crossing  of  lines  at  angles  of  60°  and  120°. 

H.  =  l*5.  G.  =  2*30.  Lustre  pearly  on  cleavage  surface.  Color  dark 
yellowish-brown  and  brownish-yellow ;  light  yellow  by  transmitted  light. 
Trans])arent  only  in  very  thin  folia.  Flexible,  almost  l)rittle.  Optically 
biaxial,  DescL 

Comp.— 0.  ratio  for  R,  Si,  H=2  :  3  :  5  :  2|(in  the  analysis,  3) ;  whence  (|  R^  +  ?  Si^-f- 
3  H.    Differs  from  pyrosclerite  in  the  larger  proportion  of  sesquioxyds.    Analysis:  Brush  (1.  c.) 


gi       ^1       ¥^6     Fe      Mg     CJa    Na    K  fi 
Westchester       37-10    17-57    10  54    1  26    19-65    0  56    tr.    0*43    13  76  =  100  87  Brush. 
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The  exact  0.  ratio  is  8-20  :  11-36  :  19-T9  :  12-2P,,  giving  for  bases  and  silica  19-5fi  :  19-79. 

Pyr.,  etc. — When  heated  to  300"  C.  exfoliates  very  remarkably  (like  vermicidite) ;  B.B.  in 
forceps  after  exfohatiou  becomes  pearly-white  and  opaque,  and  ultimately  fuses  to  a  dark  gray 
ma?!?.    With  the  flaxes  reactions  for  silica  and  iron.    Decompo.-ed  by  muriatic  acid. 

Obs. — Occurs  in  veins  in  serpentine  at  Westchester,  Pa.  Plates  often  several  inches  across. 
Named  after  W.  W.  Jetferis  of  Westchester,  Pa. 

A  foliated  mineral  similarly  exfoliating  occurs  coarse-granular  massive,  according  to  R.  Pum- 
pelly,  in  Japan,  in  the  mountains  of  the  peninsula  of  Kadzusa.  S.E.  of  Yedo. 

A  liiiueral  from  the  Yosges.  referred  to  pyrosclerite  by  Delesse  (Ann.  d.  Miu..  IV.  xx.  155,  1851 ), 
approaches  more  nearly  the  jefferisice  in  its  oxygen  ratio,  although  containing  less  oxyd  of  iron 
as  a  substitute  for  alumina.  It  has  the  following  characters:  cleavage  as  in  pyrosclerite,  perfect 
in  one  direction,  and  less  so  in  a  transverse;  structure  a  little  lamellar:  soft:  G.  =  2  (122:  lustre 
greasy  or  waxy;  color  grayish,  biuish.  and  emerald-green.  Composition,  according  to  Delesse.  Si 
38y>d]  Al  2G-54.  i:T  fr.,  'Fe  U'SH,  Mu  tr.,  Mg  [-'2  IG].  Ca  0  G7.  li  11  mh.  0.  ratio  for  E.  R,  Si, 
H  =  2  :  3  :  5  :  2^.  As  the  magnesia  was  not  dirtctly  determined,  the  results  are  doubtful.  It 
occurs  in  nodules  in  serpentine  at  St.  Philippe,  near  Sainte  Marie-aux-Mines. 

448.  PENNINITE.  Chlorite  pt.  Hydrotalc  (=Wasserglimmer  of  Morm)  Xecker,  llm.,  1835 
Pennine  J.  Frohel  &  E.  Schioeizer,  Pogg.,  1.  523,  ]840.  Kammererite  Xoi-densJc.,  Act.  Soc.  Sci. 
Fen.,  i.  483,  1841,  and  Arsberat.  1843,  193.  Rhodochrom  Fiedler,  Rose,  Reise  n.  d.  Ural,  ii 
1842,  and  Pogg.,  lix.  1843.  Tabergit  ptf  Sdieerer,  Pogg..  Ixxi.  448,  1847.  Chromchlorit  fferm^ 
J.  pr.  Ch.,  hii.  21,  1851.  RhodophyUite  Genth.,  Proc.  Ac.  Sci.  Philad.,  1852,  118,  121.  Penninite 
Dana. 

Ehomboliedral.  7?  A  7?= 65°  36',  6>  A  7?=103°  55';  ^^=34951.  Observed 
])laiies  :  0,i;  rliomboliedral,  f , 
Ic.  f  (/'),  |-  occiirrino-  often 
as  pyramids,  f.  416.  OA  ^=128° 
51'  ;  0  A  1=121°  47' ;  ^  A  1= 
162°  8';  6*  A  I  (?')  =  95°  40'  (95° 
16'  obs.) ;  6>  A  ^  (?;z)=94°  3'  (obs. 
94°  0');  ^A  17,  mtwin,  =  152°10'. 
Cleavage :  basal,  highly  perfect. 
Crystals  often  tabuhir,  and  in  crest- 
ed groups.  Also  massive,  consist- 
ing of  an  aggregation  of  scales  ; 
also  compact  cryptocrystalline. 

H.  =  2— 2-5  {  3,  at  times,  on 
edges.  G.=:2-6— 2-85;  2-673,'Ala. 
Lustre  of  cleavage  surface  pearly  ; 
of  lateral  plates  vitreous,  and  some- 
times brilliant.  Color  green,  apple- 
green,  grass-green,  grayish-green, 
olive-green;  also  reddish,  violet, 
rose-red,  pink,  grayish-red  ;  occasionally  yellowish  and  silver-white ;  violet 
crystals,  and  sometimes  the  green,  hyacinth-red  by  transmitted  light  along 
the  vertical  axis.  Transparent  to  subtranslucent.  Laminae  flexible,  not 
elastic.  Double  refraction  feeble  ;  axis  either  negative  or  positive,  and 
sometimes  positive  and  negative  in  different  laminse  of  the  same  plate  or 
crystal. 

Var.— 1.  Penninite.  As  first  named,  it  included  a  gTcen  crystallized  chlorite  from  the  Pennine 
Alps. 

Hydrotalc  of  Xecker  is  penninite  from  the  Binnen  valley,  in  the  Yalais.  Axis  of  double  refrac- 
tion positive,  Descl.    Most  of  the  penninite  from  Zermatt,  and  that  of  Binnen  and  the  Tyrol,  have 
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a  negative  optical  axis  ;  some  crystals  of  Zermatt,  and  those  of  Ala,  a  positive  ;  and  some  platea 
from  Zenmtt  consist  of  positive  and  negative  laminfie  united;  Descl. 

2.  Taberglte,  from  Taberg,  Wermland  [Blue  talc  of  "Werner,  and  called  also  rnica-cJdorite),  is  a 
bluish-green  or  green  chlorite.  According  lo  Descloizeaux's  optical  observations,  it  is  in  part  U7ii- 
axial  with  the  axis  positive  like  true  penninUe.  But  in  other  cases  uniaxial  and  biaxial  plates 
are  combined,  and  negative  and  positive  also  ;  and  the  axial  divergence  of  the  biaxial  plates  varies 
from  r  to  33",  indicating  a  mixture  of  penninite  and  another  chlorite,  either  pyrosclerite  or 
ripidolito. 

Crystals  of  Texas  have  the  double  refraction  positive  though  feeble  (Descl.,  Cooke) ;  they  are 
oi'ten  mixed  with  ripidohte,  and  sometimes  a  crystal  is  travei  sed  by  a  band  of  ripidoiite,  whose 
opric-axial  angle  is  60^  to  70°  (Descl.). 

3.  Kdiiimererde.  The  original  specimen  was  a  reddish-violet  micaceous  mineral  from  L.  Itkul  in 
Bissersk,  in  Perm,  Russia,  partly  in  6-sided  prisms.  It  was  named  after  Kammerer  of  Eussia. 
JihGclophyUdeoi'  Genth,  and  chrom-cJdorite  of  Herm.  (anal.  12),  are  the  same,  from  Texas,  Pa.;  G.=r 
2  Gl  7  — 2Mj2.  Rliododiromf.  is  a  compact  or  scaly -granular  variety,  originally  from  L.  Itkul,  Siberia, 
liaving-a  spKntery  fracture,  with  (jr.  =  2*6G  — 2*()7.  Color  deep  green;  but  violet,  rose- or  peach- 
blossom-red  in  thin  splinters,  whence  the  name. 

4.  Loijanite  of  Hunt  {= PseudopMte  of  Kenngott)  is  near  penninite  in  composition.  A  notice 
of  loganite,  from  Calumet  FaUs,  Canada,  is  given  under  Altered  Hornblende  (p.  242),  as  it  has  the 
form,  angles,  and  cleavage  of  that  species ;  and  also  of  an  allied  material  under  Altered  Pyroxene 
(p.  221).    It  has  G.  =  2-gO  — 2*64 ;  color  clove-brown  to  chocolate-brown  ;  lustre  dull. 

PsendopliUe  of  Kenngott  (Ber.  Ak.  Wien,  xvi.  1855)  has  the  composition  of  loganite,  but  is 
compact  massive,  without  cleavage,  and  resembles  serpentine  (whence  the  name,  from  ^iti^^ii^ 
false,  and  opJtite  or  serpentine);  H.  =  2-5;  G-.  =  2*75  — 2-77 ;  lustre  weak;  color  grayish-green. 
oUve-green.  pistachio-green ;  feel  unctuous.  It  forms  the  gangue  of  enstatite  (Mg  Si)  at  Zdjar  in 
Aloysthal,  2kloravia.  In  the  occurrence  of  a  massive  form,  penninite  is  thus  like  talc,  pyrophyl- 
lite,  and  other  related  species. 

Descloizeaux  found  (Min.,  436)  P  A  B=65^  28'  in  penninite,  and  0  A  i?=103o  45' ;  and  the 
latter  in  the  Texas  kammererite.  The  above  angles,  and  figs.  414,  415,  are  from  Cooke's  paper  on 
the  latter  (Am.  J.  Sci.,  II.  xhv.  201),  and  f.  416  is  from  Kokscharof  (Yerh.  Min.  Gcs.  St.  Pet.,  1851 ). 

Comp, — 0.  ratio  for  bases  and  silica  4  :  3,  corresponding  to  8  (Mg'^  Al),  9  Si,  12  H,  but  vary- 
ing from  4  :  3  to  5  :  4.  Exact  deductions  from  the  analyses  cannot  be  made  until  the  state  o! 
oxydation  of  the  iron  in  all  cases  is  ascertained ;  and,  lurther,  until  it  is  also  proved  that  there 
may  not  l)e  a  crystaUine  mixture  sitch  as  is  mentioned  above  under  tabergite.  The  mineral  cften 
contains  microscopic  grains  of  magnetite,  and  these  are  supposed  by  Kenngott  to  occasion  some 
of  the  discrepancies  in  the  analyses. 

Analyses:  (1)  Penninite.  1,  Schweizer  (Pogg.,  1.  526);  2,  3.  Marignac  (Ann.  Ch.  Pliys.,  III.  x. 
428);  4,  Merz  (Kenngott's  Uebers.,  185S,  G2);  5,  MacDonnell  (Proc.  R.  Acad.  Dublin,  5,  307);  6. 
Marignac  (L  c.) ;  7,  Rammelsberg  (4th  Suppl.,  :-i7'.  {2)  Kiimmererite,  etc.  8,  Hartwall  (Jahresb., 
xxiii.  2G6);  9,  Hermann  (J.  pr.  Ch.,  hii.  1);  10,  T.  II.  Garrett  (Am.  J.  Sci.,  II.  xv.  332);  11 
Genth  (Proc.  Ac.  Sci.  Philad  ,  1852,  121);  12,  Hermann  (1.  c.) ;  13,  14,  Smith  &  Brush  (Am.  J. 
ScL,  II.  xvi.  47);  15,  16,  Pearse  (Am.  J.  Sci.,  IT.  xxxvii.  222);  17,  Hermann  (1.  c).  (3)  Massive, 
18,  V.  Hauer  (Ber.  Ak.  Wien,  xvi.  1855);  19,  T.  S.  Himt  (Rep.  G.  Can.,  18b3,  491j: 


gi 

^1 

€r 

1. 

Zermatt, 

Penninite  33  07 

9-69 

Fe  1 1  -36 

2. 

i( 

:s3-36 

13-24 

0-20 

593 

3, 

<i 

83-40 

13-41 

0-15 

5-73 

4. 

(( 

33-26 

1 1 -G9 

re7-20 

5. 

u 

33-64 

10-64 

8-83 

6. 

Binnen, 

i( 

33-95 

13-46 

0-24 

612 

Snarum 

34-88 

12-48 

5-81 

8.  Ural, 

Kiim. 

37-00 

14-20 

1-00 

Fe  1  -50 

9. 

L.  Itkul, 

u 

30-58 

15-94 

4-99 

Fe3-32 

10. 

Texas,  Pa.,  " 

37-66 

11-82 

3-00 

Fe2-50 

31. 

u 

(1)  33-20 

11-11 

6-85 

1  -43 

12. 

(( 

u 

31-82 

15-10 

0-90 

4-06 

]3. 

u 

38-26 

10-69 

4-78 

1-96 

14. 

(( 

l( 

33-30 

10-50 

4-67 

1-60 

15. 

"r'Ww31-86 

13-75 

2-15 

Fo2-31 

16. 

^Wed 

81-31 

12-84 

2-98 

Fe2-46 

17. 

Phodochrome 

34-64 

10-50 

5-50 

1-80 

18. 

Pseicdophite 

38  42 

15-42 

Fe2-58 

19.  Loganite 

33-28 

13-30 

1-92 

Mg  H 

32-  34  12-58  =  99-08  Schweizer. 
34-21  12-80  =  99-74  Marignac. 
34-57  12-74  =  100  Maiignac. 
85-18  12-18  =  99  51  Merz. 

34-  95  12-40=100-46  MacDonnell. 

33-  71  12-52  =  100  Marignac. 

34  02  13  68  =  100-87  Rammelsberg. 

31-50  13  00,  Ca  1-5=99-7.)  Hartwall. 

33-  45  12-05=1(10-33  Hermann. 

24-97  18-58,  Ca  4-11,  Xi  0-67  =  98-92  Garr 

35-  54  12-95,  Li,  Na  0-28,  K  0-1  Genth. 

35-  24  1 2-75,  Ni  0-25=  1 00-1 2  Hermann. 
85-93  12  64,  K,  Xa  0-35  =  99-61  Sra.  &  Br. 

36-  08  13-25,  K,  Xa  0  35  =  99-75  Sm.  &  Br. 
84-90  18-98,  Ca  1-27,  Xi  0-22=1mO-44  P. 
35-02  13-20,  Ca  0-82,  Xi  0-45  =  99  08  P. 
35-47  12-03  =  99-94  Hermann. 

34-  04  12-68  =  98-14  Hauer. 

35  50  16-00  =  100  Hunt. 
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In  anal.  15,  G.=2-63;  18,  G.  =  2-3S3;  20,  G.  =  2-355. 

Tahergite  aflbrded  Svauberg  (Ak.  H.  Stockholm,  155,  1839):  S'i  35-76,  Xl  13-03,  Fe  6-34,  Mn 
1-64,  Mg  29-27,  K  2'()7,  Mg  F  1*1,  H  1 1 -76=  lOO'SiS.  C.  W.  C.  Fuclis obtained  for  its  composition 
(Jahrb.  Min.  1867,  822)  Si  32-95,  Al  13-08,  Fe  13-72,  Mn  0-07,  Mg  26-83,  Ca  0  95,  H  11-34,  K 
0-33.  Xa  1-25,  F  0-97  =  100-49 ;  giving  the  0.  ratio  for  R,  Si,  H=r7  :  3  :  9  :  5,  while  the  analy- 
sis of  Svanberg  gives  6:3:9:5;  both  of  which  are  nearthac  of  pyrosderite.  Gr.  =  2-813.  Des 
cloizeaux  rei'ers  a  part  of  tabergite  to  ripidolite  (see  below). 

Pyr.,  etc. — In  the  closed  tube  yields  water.  B.B.  exfoliates  somewhat  and  is  difficultly  fusible. 
With  the  fluxes  all  varieties  give  reactions  for  iron,  and  many  varieties  react  for  chromium. 
Partially  decomposed  by  muriatic  and  completely  by  sulphuric  acid. 

Obs.— Occurs  v-ith  serpentine  in  the  region  of  Zermatt,  Valais,  near  Mt.  Rosa,  especially  in  the 
moraines  of  the  Findelen  glacier;  crystals  from  Zermatt  are  sometimes  2  in.  long  and  14-  in.  thick; 
also  at  the  foot  of  the  Simplon ;  at  Ala,  Piedmont,  with  cUnochlore ;  at  St;hwarzenstein  in  the 
Tyrol ;  at  Taberg  in  Wermland  ;  at  Snarum.  greenish  and  foliated,  called  steatite  of  Snarum. 

Kiimmererite  is  found  at  the  locahties  already  mentioned;  also  near  Miask  in  the  Urals;  at 
Haroldswick  in  Unst,  Shetland  Isles.  Abundant  at  Texas,  Lancaster  Co..  Pa.,  along  with  cUno- 
chlore, some  crystals  being  imbedded  in  chnocldore,  or  the  reverse. 

The  union  of  kiimmererite  and  penninite  is  made  by  Descloizeaux,  and  is  sustained  by  his 
optical  examinations,  as  weU  as  by  chemical  composition. 

449.  DELESSITE.    Chlorite  ferrugineuse  Ddesse,  Ann.  d.  M.,  IV.  xii.  195,  1847,  and  xvi.  520, 
1849.    Delessite  Aaz^m.,  Mui.,  1850.  Eisenchlorit. 

Massive,  with  a  short  fibrous  or  scaly  feathery  texture,  often  radiated. 

H.  =  2-5.    G-.  =  2-89.    Color  oUve-green  to  blackish-green.    Powder  gray  or  green. 

Analyses  :  Delesse  (1.  c) : 


Si 

^1 

Fe 

Mg 

Ca 

fi 

1.  Mielen 

31-07 

15-47  1 

7-54 

4-07 

19-14 

0-46 

11-55  = 

99-30. 

2.  Oberstein 

29-08 

42-00 

12-23 

8-70 

12-99  = 

100. 

3.  Zwickau 

29-45 

18-25 

8-17 

1512 

15-32 

0.-45 

12-57  = 

99-33. 

AnaL  1  affords  the  0.  ratio  for  S.  %  Si,  fi:=8-7  :  12-5  :  16-5  :  10-27  ;  and  anal.  3,  11-87  :  10-96 
:  15-70  :  11-18.  The  former  gives  for  the  0.  ratio  of  bases  and  silica  1  :  1-29,  and  the  latter  1  :  1-45  ; 
the  mean  of  which  is  about  3:4. 

In  a  matrass  yields  water  and  becomes  brown.  B.B.  fuses  with  diflQculty  on  the  edges.  Easily 
soluble  in  acids,  affording  a  deposit  of  silica. 

Occurs  coating  or  filling  the  cavities  of  amygdaloid,  or  amygdaloidal  porphyry,  at  Oberstein, 
Zwickau,  La  Creve  near  Mielen. 

Xamed  after  Delesse,  of  Paris. 

450.  RIPIDOLITE.  Chlorite  pt.  early  authors  (for  Syn.,  see  p.  501).  Hexagonal  Chlorite  pt. 
Eipidolith  (fr.  Achmatovsk,  Schwarzenstein)  v.  Koh.^  J.  pr.  Ch.,  xvi.  1839.  ?  Tabergit  pt. 
Clinochlore  (fr.  Westchester)  W.  P.  Blake,  Am.  J.  Sci.,  IL  xii.  339,  1851.  Klinochlor  Germ. 
Kotschubeit  (fr.  S.  Ural)  Kokscharof,  B-aU.  Ac.  St.  Pet.,  v.  369,  1861. 

Monoclinic.  (7=62°  hV=0  A  i-i,  I A  7=125°  37',  0  A  4-1=108°^  ; 
a:h  :  c=147T56  :  1  : 1-73195.  Observed  planes  :  0 ;  vertical,  /,  ^4,  i-3 ; 
clinodomes,  34,  4-1 ;  hemidomes,  f  4,  ^-i,  4-^,  -4-^  ;  hemioctaliedral,  f , 
f,  1,  -2,  -6  ;  f-s,  2-3,  -6-3,  Kokscliarof. 

0  A  7=113°  57^  6>  A  f,  adj.,  =  llS°  32'     7a  ^'-3=150°  10' 

0  Al,  adj., =102  7         OA  f-3  =  116  45  44  A  4-i,  ov.  i-i,=U3  33 

6>A-4-^=125  7  0  A  U=dO  i-l  A  i-8:^U7  li 

0  A  l-^,back,  =  103  55      1  A  1=121  28  A  ^'-3=114  3 

0  A  f  z=93  18  7a  1=143  57  OA  2-^=104  23 

Cleavage :  0  eminent ;  crystals  often  tabular,  also  oblong ;  frequently 
rhombohedi*al  in  aspect,  as  in  f.  424,  the  plane  angles  of  the  base  60°  or 
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120^.  Twins  :  composition-face  f,  making  stellate  groups,  as  in  f.  420, 
421,  very  common  ;  0  Af  =  S\)°  4^'  to  90°,  and  these  twins  therefore  having 
small  or  no  reentering  angles  on  the  face  of  cleavage.  Crystals  often  grouped 
in  rosettes.    Massive  coarse  scaly  gi-anular  to  fine  granular  and  earthy. 

417  418  419 


Achmatovsk.  Aclimatovsk.  Achmatovsk. 


420  421  422  423 


Texas.  "Westchester.  Texas.  Texas. 

H.  =  2-2'5.  G.  =  2-65-2-T8  ;  2*774,  fr.  Achmatovsk,  G.  Eose  ;  2-672, 
ib.,  Marignac  ;  2'603,  ib.,  Hermann  ;  2'673,  fr.  Ala,  Marignac ;  2*714,  fr. 
Texas,  Blake;  2*71,  fr.  Willimantic,  Burton.  Lustre  of  cleavage-face 
somewhat  pearly.  Color  deep  grass-green  to  olive-green  ;  also  rose-red. 
Often  strongly  dichroic,  being  sometimes  brownish  or  hyacinth-red  trans- 
verse to  the  vertical  axis,  by  transmitted  light,  when  green  in  the  direction 
of  the  axis ;  at  other  times  green  in  both  directions.  Streak  greenish-white 
to  uncolored.  Transp^irent  to  translucent.  Flexible  and  somewhat  elastic. 
Optic-axial  divergence  10°  to  86°  ;  bisectrix  acute  positive,  inclined  12°  to 
16°  to  the  normal  to  0 ;  plane  in  a  direction  either  parallel  (f.  422).  or 
at  right  angles  (f.  423)  to  two  sides  of  the  hexagonal  base,  the  lines  in  f. 
422,  423,  and  the  lining  in  f.  420,  421  (of  the  twins),  showing  the  two 
directions. 

Var. — 1.  Ordinary;  green  ripidolite,  passing  into  bluisli-green  and  bluish  (tabergite) ;  (a)  foli- 
ated ;(&)  massive.  2.  Kohchubeite ;  Tose-red.  3.  Exfoliating,  much.  WkevenmcuYite.  Descloizeaux 
found  the  optic-axial  angle  in  the  mineral  from  Texas  15"  — 60^  (a  crystal  having  a  hexagonal  nu- 
cleus of  kammererite) ;  others  from  Pennsylvania  70°  — 86° ;  from  Achmatovsk  and  Areudal,  Xor- 
way,  4<)°— 42= ;  fr.  Zermatt,  46° ;  fr.  Zillerthal,  48^-50° ;  fr.  Pfunders,  46'  — 54' ;  fr.  St.  Gothard, 
.25' ;  fr.  Cavalaire,  Depc.  of  Var,  26',  44%  72' ;  fr.  Pfitsch,  Tyrol,  15'  — 38' :  fr.  Ala,  15°— 42' ;  fr. 
Traversella,  1  5°  — 24' ;  fr.  Taberg  (tabergite),  bluish  to  green,  1()°  — 83°.  Ina  Pennsylvania  plate 
he  found  68°  at  20'  to  1U0°  C. ;  69°  at  150'  C. ;  72°  at  180°  C. ;  73|°  at  190°  C. ;  75°  at  205°  C. 


HTDEOUS  SILICATES,  MARGAKOPirrLLITE  SECTION. 


499 


Cooke  found  the  angle  for  plates  fr.  Texas  67'— 84°,  with  the  inclination  cf  the  bisectrix  to 

Comp.— 0.  ratio  for  K,  R,  §i.  H=r  5  : 3  :  6 :  4  ;  corresponding  to  5  Mg.  Xl,  B  Si.  4  H=Silica  32-5, 
alumina  l8-(i,  magnesia  36  0,  u-ater  12-9=100.  Analyses:  1,  2,  "W.  J.  Craw  (Am.  J.  Sci..  II.  xui. 
222);  3,  V.  Kobell  (G-eL  Anz.  Miinchen,  Ap.  10,  1854)";  4,  Yarrentrapp  (Posrg.,  xlviii.  185);  5-T. 
V.  Kobell  (J.  pr.  Ch.,  xvi.  470);  8,  Briiel  (Pogg.,  xlviii.);  9,  Delesse  (Ann.  Ch.  Phys.,  III.  ix 
396);  10,  11,  Marignac  (Ann.  Ch.  Phys.,  III.  x.  430);  12,  Hermann  (J.  pr.  Ch.,  xl.  13);  13,  B.  S. 
Burton  (priv.  contrib.) : 


424 — Xatural  size. 


"Westchester,  Pa. 


Si 

3Pe 

Fe 

ft 

1. 

Chester  Co.,  Pa. 

31-34 

17-47 

1-69 

3-85 

33-44 

12  60  =  100-39  Craw. 

-2. 

31-78 

22-71 

33-64 

12-60  =  100-73  Craw. 

3. 

Bavaria 

33  49 

15-37 

0-55 

2-80 

4-25 

32-94 

11-50=100-40  Kobell. 

4. 

Achmatovsk 

3()'3S 

10-97 

4-o7 

33-97 

12-63  =  95-31  Varrentrapp. 

0, 

u 

31-25 

18  72 

5-10 

32  08 

12-68  =  99-78  Kobell. 

6. 

1. 

i: 

Schwarzenstein 

3114 

17-14 

3-85 

34-40 

12-20,  insol.  0-^5  =  100-11  Kob. 

32-6S 

14  57 

5  97 

38-11 

12-10.  insol.  l-('2  =  99-73  Ko>>^lL 

8. 

Ziilerthal 

31-47 

16-67 

5-97 

32-56 

12-42  =  99-11  Brael. 

9. 

PjTenees 

32-1 

18-5 

0-6 

36-7 

12-1  =  100  Delesse. 

10. 

Ala 

30-iil 

19-11 

4-81 

33-15 

12-52  =  99-60  Marignac. 

1 1. 

Slatoust 

30-27 

•  19-^9 

4-42 

33-13 

12-54=100-25  Marignac. 

1'^. 

"  white 

HO -80 

17-2- 

l-;;7 

:s7-07 

1-2-80  =  98  82  Hermann. 

13. 

Willimantie,  Ct. 

31-86 

15-50 

4-77 

34-80 

12-72,  Ca  1-30  =  99-75  Burton. 

Rammelsberg  found  4-55  Fe  in  the  mineral  from  Achmatovsk.  In  anal  9.  Gr.  =  2-615 ;  10.  0-.= 
2-673  ;  11,  G.  =  2-672  ;  12,  G.  =  2-603.    Pearse  found  the  green  chlorite  of  Texas  to  contain' (Am 
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J.  Sci.,  n.  xxxvii.  222)  §i  28-62,  ^1  18-37,  €t  1-97,  Xi  0-37,  Fe  3-73,  IVIg  32-13,  Ca  1-45.  ft  14-02 
=  1 00-GG  ;  and  on  the  ground  of  the  low  silica  makes  it  a  new  species,  and  names  it  grasiite,  from 
yoiGTic^  grass.  The  mineral  was  probably  the  true  ripidolite  of  Texas,  perhaps  impure. 
-  Pyr.,  etc. — Yields  water.  B.B.  in  thfi  platinum  forceps  whitens  and  fuses  with  difficulty  on 
the  edges  to  a  grayish-black  glass.  With  borax,  a  clear  glass  colored  by  iron,  and  sometimes 
chromium.  In  sulphuric  acid  whoUy  decomposed.  The  variety  from  WLUimantic,  Ct.,  exfoliates  in 
worm-like  forms,  like  vermiculite. 

Obs. — Occurs  in  connection  with  chloritic  and  talcose  rocks  or  schist,  and  serpentine.  Found 
at  Achmatovsk  and  other  foreign  locahties  mentioned  above ;  red  {kotschubeite)  in  the  district  of 
Ufaleisk,  Southern  Ural;  at  Ala,  Piedmont,  with  prochlorite;  at  Zermatt,  with  brown  garnet;  at 
Markt  Leugast  in  Bavaria ;  Marienberg,  Saxony. 

In  the  U.  States,  in  large  crystals  and  plates  at  "Westchester,  in  serpentine,  and  Unionville, 
Pa.  (f.  424);  at  Texas,  with  chromite,  and  intimately  associated,  and  sometimes  compounded, 
with  red  and  green  penninite. 

On  cryst.  see  Kokscharof,  Min.  Russl.,  ii.  7  (abstract  in  Am.  J.  Sci.,  II.  xix.  176);  Descloi- 
zeaux.  Min.,  i.  412;  Hessenberg,  Min.  Not,,  No.  vii.  28;  J.  P.  Cooke,  Am.  J.  Sci.,  II.  xliv.  203, 
from  whom  figs.  420-423  are  taken. 

Named  ripidoUte  from  piTrt?,  a  fan^  in  allusion  to  a  common  mode  of  grouping  of  the  crystals ; 
and  clinoclilore,  from  the  incHned  monochnic  form  of  crystahization  ascertained  by  Blake's  optical 
investigation.  It  has  since  been  found,  and  first  through  examinations  by  Kokscharof,  that  the 
chlorite  of  Achmatovsk,  and  also  that  of  Schwarzenstem  and  Ala,  the  three  upon  which  von 
Kobell  based  his  description  of  ripidolite,  are  also  monoclinic,  and  identical  with  clinoclilore. 
Ripidolite  has  nevertheless  been,  to  some  extent,  set  aside  for  clinoclilore^  because  of  the  confusion 
in  the  science  connected  with  that  name  (see  p.  502);  but  the  latter  name  is  very  objectionable, 
since  there  is  now  a  second  monochnic  chlorite  known  (p.  504).  The  former  name  is  a  register  of 
von  KobeU's  important  chemical  discovery  that  the  old  chlorite  included  two  distinct  species 
(p.  5n2),  and  ought  to  be  retaiued. 

Talc-Celorite  of  Traversella  occurs  in  large  hexagonal  plates  regularly  grouped,  and 
presents,  according  to  Descloizeaux,  the  optical  cliaracters  of  chiiochlore.  The  plates  are  twins, 
consisting  of  six  triangular  sections;  at  centre  t'lcy  are  translucent  and  blackish-green,  and  have 
a  ntgative  bisectrix,  and  exteriorly  clear  green  and  transparent,  with  o.  positive  bisectrix.  Marig- 
nac  regards  it  as  between  talc  and  chlorite.    He  obtained  (Ann.  Ch.  Phys.,  III.  xiv.  60,  1845)  • 

Si  ^1  Fe  Mg 

1.  38-45  11-75  12-82  28-19  8-49=99-70. 

2.  39-81  12-56  11-10  28-41  7-79  =  99-67. 

3.  41-34  11-42  10-09  29-67  7-66  =  100-18. 

Corresponds  nearly  with  the  0.  ratio  3  :  1:4:3,  and  therefore  the  general  formula  (;&^, 
Si'-^  +  aq.  or  that      pyrosclerite.    But  it  is  possibly  ripidohte  impure  from  mixture  with  tale, 
which  view  would  account  for  the  high  percentage  of  silica.    Occurs  at  Traversella,  Piedmont, 
with  magnetite  and  ripidolite. 

At  Traversella  there  is  still  another  ialc-chlorite,  soft  and  of  a  silvery-white  lustre,  having  a 
single  optical  axis,  or  two  very  slightly  divergent;  the  hexagonal  plates  are  opaque  at  centre  and 
transparent  toward  the  borders.  It  affords  much  water  iu  a  matrass,  and  fuses  with  difficulty 
on  the  edges  to  a  white  enamel. 


451.  LEUCHTENBERGITE.    Leuchtenbergit  Komonen,  Verh.  Min.  St.  Pet,  1842,  64. 
Chlorite  blanche  de  Mauleon  JDelesse,  Ann.  Ch.  Phys.,  III.  ix.  396,  1843. 

Hexao;onal.    In  hexagonal  plates  or  crystals.   Cleavage  :  basal  eminent. 

H.  =  2-5.  G.=2-61-2-Tl ;  2-61-2-64,  v.  Leiiclitenberg ;  2-6i-2'65, 
Kokscharof.  Lnstre  of  cleavage  surface  pearly.  Colorless,  white,  yellow- 
ish-white, greenish-white  ;  often  opaque  extei'nally  (from  alteration)  and 
colorless  within.  Translucent  in  thin  laminge  when  unaltered.  Thin 
laminifi  flexible,  very  slightly  elastic.    Optically  unaxial ;  Haid.,  Descl. 

Comp.— 0.  ratio  for  fi,  §i,  5=4^  :  3  :  5  :  3^-;  (|  iJlg^+l  ^1)  Si+U  H=Silica  30-4,  alumina 
20-9.  magnesia  36-5,  water  12-2  =  100.  It  is  a  prochlorite  with  the  protoxyd  base  almost  wholly 
magnesia.  Analyses:  1,  Hermann  (J.  pr.  Ch.,  xL  13);  2,  v.  Leuchtenberg  (Bull.  Ac.  St.  Pet.,  ix 
ISa) ;  3,  Delesse  (L  c): 


HTDROrS  SILICATES,  MAKG  AEOPIITLLITE  SECTION. 


501 


Si       ^1  Iklg  Ca  H 

1.  Slatoust  B2-35  18-00     4-37  32  29    12  50  =  99-51  Hermann. 

2        "             (1)  30-46  ly74Fel-99  34-52  0-11  12-74=99-56  Leuchtenberg. 

3.  Mauleon  32  1  18-5       0*6  36-7    l-2-l  =  lu0  Delesse. 

Yon  Leuchtenberg's  analysis  was  made  on  unaltered  material,  separated  with  great  care,  ever, 
microscopic,  from  impurities.  It  gives  tlie  0  ratio  for  R,  Si,  H=13'83  ;  9*85  :  16-24:  1 1  '42  ; 
and  llormanu's,  12-92:  10-69:  17-26:  11*11.  The  "white  chlorite"  of  Mauleon  appears  to  be 
identical  witli  leuclitenbergite. 

Pyr.,  etc. — In  t]:e  closed  tube  yields  water.  B.B.  exfoliates  and  fuses  with  difficulty  on  the 
thin  edges,  becoming  white  and  opaque. 

Obs. — Found  in  the  Schischimsk  Mts.,  near  Slatoust,  partly  in  large  crystals,  and  partly  quite 
small,  imbedded  in  steatite.  The  crystals  are  mostly  opaque  and  altered  externally,  and  contain 
in  this  outer  part  from  9-30  to  10*75  p.  c  of  water.  The  mineral  contains  minute  garnets  and 
some  other  crystals  as  impurities. 

Named  after  Duke  N.  v.  Leuchtenberg. 

452.  PROCHLORITE.  Mica  pt.,  Telgsten  pt.?,  Lapis  eolubrinus  lamellosus  (fr.  Salberg), 
Wall.,  Min.,  130,  1747.  Talgsten  pt.,  Specksten  pt.,  Cronst.,  Min.,  89,  1758.  Chlorit  pt.  (fr.  St. 
Gothard,  Tolfa,  Altenberg)  Wern.,  Bergm.  J.,  i.  376  and  391,  1789.  Bliittriger  Chlorit  (fr.  St. 
Gothard)  Wern.,  1800,  Ludwig  Min,  i.  118,  1803.  Chlorite  v.  Kobell,  J.  pr.  Ch.,  xvi.  1839. 
Hexagonal  Chlorite.  Ripidolite  G.  Eose,  and  this  3Iin.,  last  edit.  Lophoit,  Ogkoit,  Breith., 
Handb.,  i.  381,  383,  1841.  Helminthe  G.  0.  Volger,  Entw.  Min.,  142,  1854.  Grengesite  (fr. 
Dalarne)  Hisinger,  Suckow's  Erz.  u.  Gesteinlager  schwed.  Geb.,  50,  1831=Strahlige  Griineis- 
enerde  v.  Dalarne.    Prochlorite  Dana,  Am.  J.  Sci.,  II.  xliv.  258,  1867. 

Hexagonal  ?    Cleavage :  basal,  eminent.    Crystals  often  implanted  by 
tlieir  sides,  and  in  divergent  groups,  fan-shaped,  or 
splieroidal.   Also  in  large  folia.   Massive  granular.  ^^.J^ 

H.  =  l-2.  G.  ^2-78-2-96.  Translucent  to 
opaque  ;  transparent  only  in  very  thin  folia.  Lus- 
tre of  cleavage  surface  feebly  pearly.  Color  green, 
grass-green,  olive-green,  blackish-green  ;  across  the 
axis  by  transmitted  light  sometimes  red.  Streak 
nncolured  or  greenish.  Laminae  Hexible,  not  elas- 
tic. Double  refraction  very  weak  ;  one  optical 
negative  axis  (Dauphiiiy) ;  or  two  very  slightly  diverging,  apparently  nor- 
mal to  plane  of  cleavage. 

Comp.— 0.  ratio  for  §i.  H=12  :  9  :  14  :  9J  ;  for  bases  and  silica  3:2;  (|_(Mg,  Fe)^4- 

?-  .^l)  §i  +  |H=,  if  Mg  ;  Fe  =  l  :  1,  Silica  26-8,  alumina  19-7,  protoxyd  of  iron  27-5,  magnesia 
15-3,  water  lu-7  =  10u.  Analyses:  1,  Yarrentrapp ;  2,  Kammelsberg  (Min,  Ch.,  5;i8);  3,  4,  v. 
KobeU  (J.  pr.  Ch.,  xvi.) ;  5,  Tschermak  (Ber.  Ak.  Wien,  liii.  26j ;  6,  v.  Kobeii  (1.  c.) ;  7,  8,  Marignac 
(Ann.  Ch.  Phys.,  HI.  xiv.  59);  9,  Hermann;  10,  J.  L.  Smith  (Am.  J.  Sci.,  II.  xi.  65);  11,  Genth 
(Am.  J.  Sci.,  II.  xxviii.  250);  12,  Hisinger  (Suckow,  Erz.  u.  Gesteinlager  schwed.  Geb.,  1831,  5Uj; 
13,  Erdmaun  (Erdmann's  Liirobok,  lb53,  373): 

Si       Al         Fe        Mn    Mg  H 

1.  St.  Gothard  25*36  18-.t6      28*79    17-09    8-96  =  98-70  Yarrentrapp. 

2.  "  '25-12  22  26      23-11  Fel-09  17-41  10-70  =  99-69  Raunnelsbcrg. 

3.  Zillerthal  26-51  21*81      15*00    22-83  12  ()0  =  9»-15  Kobell. 

4.  "  27-32  20-69      15-23      0*47  24*89  12  00=  100  GO  Kobell. 

5.  26-3    19-8        15-1    2-1-4    12  4,  Oa  1-0  =  99-0  Tsehermak. 

6.  Rauris                         26  0t)  ls*47      26*87      0-62  14*69  1 0*45,  gangue  2-24  =  99-40  Kobell 
Dauphiny  26-88  17*52      29-76    13-84  1  1 -33  =  ^9-23  Marignac. 

8.  "      St.  Christophe  27-14  19-19     24-76    16-78  1 1 -50  =  99-37  Marignac. 

9.  Miask  25-60  22-21  Fe5-00    30-96  13-43,  undec.  2-25  =  99-45  Herm. 

10.  Gumuch-dagh  27-20  18*62     23-21    17*64  10-61  =  97-28  Smith. 
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Si 

11.  Steele's  M.,  K  C.  24-90 

12.  Grengesite  27  "81 

13.  Dannemora  27*89 


3tl  Fe  Mn  Mg 

21-77  24-21  1-15  12-78 

14-31  25-63  2']8  14-31 

14-30  21-21  5-43  14-42 


S 

10-59,  ¥e  4  00  =  10-)  Genth. 
12-55  =  96  79  Hisinger. 
lO-oO,  ¥e  5-96,  Ca  0-43,  Na  0*23, 
K  0  17  =  100-34  Erclmann. 


Analyses  3,  4,  are  of  the  lophoiie  of  Breithaupt ;  i?  A  0=105°  14'  — 105°  25';  G.  =  2-78  — 2-89. 
Analyses  1  and  6  are  of  his  ogcoiie. 

The  helmirdhe  of  Yolger  occurs  in  slender  vermiform  crystallizations  like  fig.  425  (whence  the 
name),  transversely  foliated,  penetrating  quartz  and  feldspar.  The  figure  is  from  a  Kew  Hamp- 
shire specimen  described  by  U.  P.  Hubbard,  and  may  be  one  of  the  other  species  of  chlorite. 

A  dark  green  mineral  from  the  Pfitschthal,  accompanying  CKllacher's  margarite,  afforded  Hetzer 
(Ramm.  Min.  Ch.,  S45,  ZS.  Nat.  Yer.  Halle,  v.  3"!)  Si  28-04,  Al  23-19,  Fe  25-7,  Mg  15-6^,  Cal-43, 
H  2-30,  F  0-98  =  97-32.    It  is  stated  to  be  infusible. 

Pyr.,  etc. — Same  as  for  ripidohte. 

Ob.s. — Like  other  chiorites  in  modes  of  occurrence.  Sometimes  in  implanted  crystals,  as  at  St. 
Gothard,  enveloping  often  adularia,  etc. ;  at  Greiner  in  the  Zillerthal,  Tyrol ;  Kauris  in  Salz- 
burg; Traversella  in  Piedmont;  at  Mtn.  Sept  Lacs  in  Dauphiny  (anal.  7);  in  Styria ;  Bohemia. 
Also  massive  in  Cornwall,  in  tin  veins  (where  it  is  called  peach) ;  at  Arendal  in  oSTorway ;  Salberg 
and  Dannemora,  Sweden ;  Doguacska.  Hungary ;  also  as  pseudomorphs,  at  Bergmannsgriin, 
Saxony,  after  garnet,  and  at  Greiner,  Tyrol,  after  hornblende. 

Grengesite  from  Grangesberg  in  Dalecarlia,  Sweden  (anal.  12),  occurs  partly  in  hexagonal  crystalli- 
zations, more  or  less  radiately  grouped,  and  probably  results,  Erdmann  observes  (Larobok  Min., 
1853,  374),  from  the  alteration  of  jDyroxeue.  Erdmann  spells  the  name  Grdngesite.  Specific 
gravity  3-1;  color  dark  green.  Reported  also  from  Fischbachthal,  as  altered  augite,  in  mela- 
phyre. 

Named  from  y^'^foc,  green. 

Werner's  species  clilorite  was  shown  to  include  more  than  one  species  by  von  Kobell  in  1 838, 
and  the  name  chlorite  was  thereupon  given  by  him  to  the  St.  Gothard  and  otlier  chiorites  having 
25  to  27  p.  c.  sihca,  and  ripidohte  to  that  of  Schwarzen stein  and  Achmatovsk  havhig  30  to  33 
p.  c.  of  silica. 

In  1839,  G.  Rose  reversed  the  names  of  v.  Kobell  (see  paper  on  chlorite  by  Yarrentrapp,  Pogg., 
xlviii.  19o,  1839)  on  the  ground  that  v.  Kobell's  ripidohte  was  not  so  characteristically  fan-shaped 
in  aggregation  as  the  other  species.  But  the  change  was  unfortunate,  as  both  species  are  now 
known  to  differ  but  little  in  this  respect,  and  it  has  resulted  in  much  confusion  in  the  science. 
Moreover,  it  violated  an  older  claim  of  priority ;  for  AVerner's  blilttnger  Chlorit  (or  Chiorites  lameU 
losus),  the  first  crystallized  chlorite  recognized  by  him  (in  1800  or  earher,  Ludwig's  Min.,  i.  118, 
1803),  was  the  hexagonal  chlorite  of  St.  Gothard,  and  this  should  therefore,  in  the  division,  have 
retained  the  name  chlorite. 

As  the  term  chlorite  has  become  the  designation  of  a  famOy  of  minerals,  it  seems  necessary  that 
it  should  have  some  modified  form  for  this  species,  and  hence  the  application  of  prochlorite,  from 
ro.),  before,  and  chlorite,  in  allusion  to  its  being  the  earliest  crystallized  kind  recognized. 

The  fohowing  are  clilorite-Uke  minerals  of  doubtful  nature  : 

453.  A  Chlorite-like  mineral  from  Webster,  N.  C,  in  crystals,  micaceous  in  structure,  of  a 
dark  bluibh  to  brownish-green  color,  afforded  Genth  (Am.  J.  Sci.,  IL  xxxiii.  200) : 

Si  ^1         €r        Fe        Xi        Mg        Ca        K  H 

31  45       13-08       4-16       4-88       0-16       43-10       0-17       0-06  3-29=100-35. 

The  ratio  between  the  oxygen  of  the  bases  and  silica  is  about  3:2.  It  is  remarkable  for  the 
small  amount  of  water  and  iron,  and  the  large  proportion  of  magnesia ;  a  constitution  which  may 
have  an  explanation  in  its  being  a  mixture  of  talc  and  chlorite.  It  is  associated  with  a  talc  which 
Genth  found  to  be  nearly  anhydrous  (p.  453). 

454.  APHRcaiDERiTE  Sandhevger  (Ueb.  Geol.  Nassau,  97,  1 847).  A  soft  ferruginous  chlorite,  of  a 
dark  olive-green  color,  scaly  massive  in  structure ;  the  scales  minute,  transparent,  and  hexagonal, 
and  having  G.  =  2-8  and  H.  =  l  ;  from  Wcilburg,  Duchy  of  Nassau,  at  the  Gelegenheit  mine.  A 
similar  mineral,  but  more  magnesian,  has  been  found  in  gneiss  at  Guistberg  in  Wermland ;  in 
hematite  at  Bonscheuer  near  Muttershausen,  Duchy  of  Nassau,  having  G.  =  2-991 ;  at  Balduinstein 
on  the  Lahr;  and  in  mica  schist  with  hematite  at  several  places  in  Upper  Styria,  consisting  of 
microscopic  scales  of  a  clear  green  color.  Analyses:  1,  Sandberger  (loc.  cit.);  2,  J.  Igelstroni 
(J.  pr.  Ch.,  Ixxxiv.  480);  3,  Erlenmeyer  (Jahresb.,  I860,  773);  4,  v.  Hauer: 
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Si  ^1  3Pe      Fe  Mg  H 

1.  Weilburg       26-45  21-25    44-24  1-06  '7-74  =  100-'74  Sandberger. 

2.  G-uistberg      25-0  20-6    32-0  14'3  7 •6  =  99-5  Igelstrom. 

3.  Bousclieuer   25*72  20-69  4-01  27-79  11-70  10-05  =  w9'96  Erienmeyer. 

4.  Styria           26-08  20  27    32-91  lO'OO  10-06=:99-32  Hauer. 

Ar.al.  1  correspouds  nearly  to  Fe^  Si+S;l  Si+2  H.  The  others  have  part  of  the  iron 
replaced  by  magnesia,  and  approach  ordinary  prochlorite. 

455.  Metachlorite  List  (ZS.  G.,  iv.  634,  1852).  Foliated  columnar,  like  chlorite,  vitreous  to 
pearly  in  lustre,  dull  leek-green  color.    II.=:2'5.    Composition  according  to  K.  List  (1.  c): 

Si  ^1  Fe         Mg        Ca         K         Na  H 

2:^-77        16-43       40-36       3-10       0  74       1-37       0-08       13-75  =  99-60. 

Whence  the  oxygen  ratio  for  E,  fi,  Si,  H,  is  very  nearly  4i  :  3  :  5  :  5,  which  gives  for  tlie  oxy- 
gen of  the  bases  and  sihca  the  ratio  7-^  :  5=3  :  2,  as  in  aphrosiderite. 

B.B.  fuses  on  the  edges  to  a  dark  enamel.  Gelatinizes  in  the  cold  with  muriatic  acid.  Forms 
small  veins  in  a  green  rock  at  Biichenberg  near  Elbingerode,  in  the  Harz. 

Baltimorite.  "Baltimorite,"  so  called  from  Baltimore,  afforded  v.  Hauer  (Jahrb.  G-.  Reichs., 
1853)  Si  2715,  Al  lS-54,  Ca  15  08,  Mg  26-Ou,  H  13-23=:  1 00.  Hermann  found  in  "Baltimorite" 
of  a  bluish  color.  Si  33  'iG,  Al  7-23,  €r  4  34,  Fe  2-89,  Mg  38*56,  H  12-44,  C  1-30.  Thomson,  who 
instituted  the  species,  found  for  it  the  comj)osition  essentially  of  serpentine  (see  p.  467).  It  is  a 
good  example  of  the  indelinite  mixtures  that  exist  among  the  serpentine  and  allied  mineraln,  and 
of  tlie  uncertainty  as  to  the  value  of  a  species  that  is  based  on  only  one  or  two  analyses  of  the 
specimens  of  a  region,  and  especially  on  specimens  received  from  ordinary  collectors. 

Prasilite  T.  Thoiiiaon  (Phil.  Mag.,  III.  xvii.  416,  1840).  A  leek-green  fibrous  mineral,  soft  as 
Venetian  talc,  from  Kilpatrick  HUls,  the  fibres  loosely  cohering,  with  (x.  =  2-311.  Stated  to  con- 
sist of  silica,  magnesia,  sesquioxyd  of  iron  and  alumina,  with  probably  soda,  and  18  p.  c.  of  water. 
Analysis  not  given.    Probably  a  chlorite  of  some  kind. 

455A.  DuMASiTE  Deltsse  (Dufr.  Min.,  iii.  790,  1847,  iii.  286,  1859).  A  chlorite  lining  cavities 
or  fissures  in  certain  melaphyres  in  the  Yosges;  color  green;  soft,  and  somewhat  resembhug 
ripidolite. 

456.  CRONSTEDTITE.    Cronstedtit  Sieinmann,  Schw.  J.,  xxxii.  69,  1821.  Chloromelan 

BreWi.,  Char.,  33,  184,  1823. 

Rliomboliedral.  Occurs  in  hexagonal  prisms,  tapering  toward  tlie  sum- 
mit, or  adhering  laterally,  and  vertically  striated  ;  also  iu  fibrous  diverging 
groups,  cyliiidroidal  and  reniform ;  also  amorphous.  Cleavage :  basal, 
highly  perfect. 

H.  — 3-5.  G.  =  3-348.  Lustre  brilliantly  vitreous.  Color  coal-black  to 
brownish-black.  Streak  dark  olive-green.  Opaque.  Xot  brittle.  Thin 
laminae  elastic. 

Comp.— 0.  ratio  for  R,  R,  gi,  E[=3  -.3:4:3;  whence  (Fe,  Mn)^-}-!  Pe)  Si  +  f  H,  from 
Damour's  analysis.  Analyses:  1,  Steinmann  (1.  c);  lA,  same,  as  corrected  by  v.  Kobell,  after 
a  determination  of  the  degree  of  oxydatiou  of  the  iron  (Schw.  J.,  Lxii.  196);  2,  second  anal,  of 
Steinmann,  altered  to  correspond  with  the  Fe  in  Damour's  anal.  (Am.  J.  Sci.,  11.  xxxi.  359) ;  3, 
Damour  (Ann.  Ch.  Phys.,  III.  Iviii.  99) : 

Si  Fe        Fe       Mn      Mg  II 

1.  Przibram      22*452    58-852    5-078    2-885    1 0-700  =  99-968  Steinmann. 

lA.       "  22-452    35-350    27-112    5-1)78    2-885    lo-T00  =  103-o77  Steinmann,  altered. 

2.  "  22-83      29-08      31-44      3-43      3-25      10-7O  =  l(.0-73  Steinmann.  altered. 

3.  "  21-3f      29-U8      33-52      1-01      4-02       9-76  =  98-78  Damour.    G-.  =  2-35. 

Pyr.,  etc. — B.B.  froths  and  fuses  on  the  edges,  yielding  in  R.F.  a  magnetic  gray  or  black 
globule.  With  borax  gives  reactions  for  iron  and  manganese.  Gelatinizes  in  concentrated 
muriatic  acid. 

Obs. — Accompanies  limonite  and  calcite  in  veins  containing  silver  ores  at  Przibram  in  Bohemia* 
Occurs  also  at  Wheal  Maudlin  in  Cornwall,  in  diverging  groups. 

jS"amed  after  the  Swedish  mineralogist  and  diemist,  A.  >'r.  Cronstedt. 
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4o6A.  Sedeboschisolite  WerneJcink  (Pogg.,  i.  387,  1824).  Probably  cronstedtite.  Rhombohe- 
draL  affording  tlie  piaues  0,  I,  1-,  crystals  minute  and  often  hemispherically  grouped ;  cleavage, 
basal,  perfect;  also  massive.  H.  =  2'5;  Gr.  =  3 — 3*4.  Lustre  splendent;  color  pure  velvet-black 
when  crystallized,  dark  greenish-gray  ;  streak  leek-green,  greenish-gray ;  opaque. 

Formula :  Fe"*  Si+ 1^  H,  Wernekink,  from  an  analysis  of  only  three  grains  of  the  mineral  (1.  c.) 

Si  16-3  ^14-1  FeFeT5-5  H  7-3:=103-2. 

B.B.  easily  fusible,  according  to  "Wernekink  (infusible,  Berzelius) ;  gelatinizes  in  muriatic  acid. 
It  occurs  in  cavities  in  pyrrhotite  and  siderite,  at  Conghonas  do  Campo,  Brazil. 

457.  CORUNDOPHILITE.  Shepard{f:T.  N.  Car.),  Am.  J.  Sci.,  II.  xii.  211,  1851 ;  (fr.  Chester, 
Mass.)  id.,  ib.,  xl.  112,  1865.  Cliuochlore  (fr.  Chester)  J.  P.  Cooke,  Am.  J.  Sci.,  II.  xliv.  206, 
1867. 

Monoclinic,  Descl.  Form  double  liexagonal  pyramids.  Cleavage  emi- 
nent, as  in  cliuochlore.  Twins  common,  like  those  of  clinochlore  (p.  498, 
f.  421). 

H.  =2'5.  G.  =  2-90,  fr.  Chester,  Brush.  Lustre  of  cleavage  surface  some- 
what pearly.  Color  olive-green,  leek-green,  grayish-green.  Transparent  to 
nearly  opaque.  Laminse  flexible,  somewhat  elastic.  Optically  biaxial ;  angle 
between  the  axes  varies  from  a  very  small  angle  to  T3|-°,  mostly  30°  to  73^°  ; 
bisectrix  positive,  oblique  to  plane  of  cleavage ;  double  refraction  strong. 

Var. — Descloizeaux  found  the  optic-axial  angle  in  a  plate  from  Chester,  Mass.  (letter  to  the 
author  of  Jan.  InGH),  65°,  with  an  uicrease  of  'i^  in  the  angle  on  heating  to  200^  C,  a  character 
which,  he  observes,  distinguishes  this  mineral  and  ripidolite  from,  peuninite.  Cooke  found  (1.  c.) 
for  the  same,  from  different  plates,  the  angles  32^,  45',  71^',  73^-°.  The  plane  of  the  axes  per- 
pendicular to  two  sides  of  the  hexagon. 

Oomp.—  0.  ratio  for  fi,  Si,  H,  fr.  Pisaui.  1  :  1  :  1  :  f ,  and  between  bases  and  silica  2:1; 
whence  E'  +  i  Al)^  Si=^+5  H.  Analyses:  1,  Pisani  (Am.  J.  Sci.,  II.  xli.  394);  2,  J.  L.  Smith, 
"on  material  not  absolutely  pure"  (ib.,  xiii.  92): 

Si         3tl         Fe        Mg  fi 

I.  Chester,  Mass.       24-0       25-9       14-8       22-7       1 1 -9,  Mn,  6a,  Li  ^r.  =  99-3  Pisani. 
2.        "         "  25-06      30-70      16  50      16  41      10  62  =  99-29  Smith. 

Dr.  C.  T.  Jackson  found  in  the  Chester  chlorite  (Proc.  X.  H.  Soc,  Boston,  x.  321)  Si  22-50, 
23  50,  Fe  41-50,  Mg  1-80,  H  11-00=  100-30.   -It  contained,  he  observes,  some  mixed  magnetite. 
But  it  is  further  evident  that  nearly  all  the  magnesia  was  left  unseparated  from  the  iron. 

Obs. — Occurs  with  corundum  or  emery;  its  low  percentage  of  silica  accords  with  this  associa- 
tion. The  species  was  instituted  on  a  chlorite  found  with  the  corundum  of  Ashevihe,  X,  C, 
wlience  the  name,  from  corundum,  and  (/.iX'-c,  friend.  The  above  description  is  from  specimens 
occurring  abundantly,  and  sometimes  in  large  and  small  crystals,  at  the  emery  mine  of  Chester, 
Mass.,  which  Shepard  has  referred  to  corundophilite ;  its  identity  with  the  Asheville  mineral  is 
not  yet  ascertained.  Shepard  describes  the  latter  (1.  c.)  as  occurring  in  monoclinic  crystals,  with 
/A  7=120  ,  0  A  7=97°  30',  0  A  i-i=88'  to  89';  sometimes  in  stellate  groups;  thin^laminae 
flexible  ;  and  he  obtained  in  a  very  unsatisfactory  chemical  examination  of  0*146  grain,  Si  34'75, 
Al  8-55,  Fe  31  25,  H  5  47,  with  a  loss  of  20  p.  c. 

458.  CHLORITOID.  Chloritspath  Fiedler,  Pogg.,  xxv.  329,  1832.  Chloritoid  G.  Rose,  Reis. 
Ural,  i.  252,  1837.  Barytophyllit  Glock.,  Grundr.,  570,  1839.  Masonite  C.  T.  Jackson,  Hep.  G. 
of  R.  Island,  88,  .1840,    Sismondine  Delesse,  Ann.  Ch.  Phys.,  III.  ix.  385,  1843. 

Monoclinic,  or  triclinic.  I N  I'  about  100°;  0  (or  cleavage  surface)  on 
lateral  planes  93°  — 95°,  Descl.  Cleavage  :  basal  perfect  ;  parallel  to  a 
lateral  plane  imperfect.  Usually  coarsely  foliated  massive ;  folia  often 
curved  or  bent,  and  brittle ;  also  in  thin  scales  or  small  plates  disseminated 
through  the  containing  rock. 

II.  =  5'5  — 6.  G.  =  3"5— 3*6  Color  dark  gray,  greenish-gray,  greenish- 
black,  gi-ayisli-black,  often   grass-green  in  very  thin  plates  ;  strongly 
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dicliroic.  Streak  uncolored,  or  grayish,  or  very  sliglitly  greenish.  Lustre 
of  surface  of  cleavage  somewhat  pearly.  Brittle.  Double  refraction  feeble  : 
bisectrix  oblique  to  the  base  ;  axial  divergence  small. 

Var. — 1.  The  original  cldoritoid  (or  chloritspatli)  from  Kossoibrod,  near  Katliarinenburg  in  the 
Ural,  is  iu  large  cursnng  lauiinas  or  plates,  grayish  to  blackish-green  in  color,  often  spotted  with 
yellow  frnni  mixture  with  limonite ;  G.  =H-55,  Fiedler,  3  557,  Breith. 

2.  The  Sismondine  or  St.  Marcel  mineral  is  black ;  but,  according  to  Descloizeaux.  grass-green 
when  in  very  thin  laminae  parahel  to  0,  pale  green  and  black  in  two  dilferent  directions  at  right 
angles  to  this  ;  it  has  /  A  i=:iabout  100 0/\/=9.'>°;  bisectrix  negative ;  G.  =  o*5G5,  Delesse. 

Masonite,  from  Natic,  R.  I.,  is  in  very  broad  plates  of  a  dark  grayish-green  color,  but  bluish- 
green  in  very  thin  laminaa  paraUel  to  0,  and  grayish-green  at  right  angles  to  this;  G.  =  3*529, 
Keungott;  0  /\  I,  plane  of  cleavage,  =95",  DescL  It  is  evidently  impure,  and  this  must  have 
been  especially  true  of  the  material  analyzed  by  Jackson  (anal.  12). 

The  Canada  mineral  is  in  small  plates,  one-fourth  iu.  wide  and  half  this  thick,  disseminated 
through  a  schist  (like  pliyllite),  and  also  in  nodules  of  radiated  structure,  half  an  inch  through; 
G.  =  3-513,  Hunt.  That  of  Gumuch-Dagh  resembles  sismondine,  is  dark  green  in  thick  foha  and 
grass-green  m  very  thin ;  G.  =  ;5'52,  Smith. 

_  Comp.—O.  ratio  for  K,  Si,  H=:l  :  3  :  2  :  1,  for  most  analyses;  whence  the  formula  (i(Fe, 
Mg)^  +  f  Al)^  Si^  +  3  H=Silica  24-(t,  alumina  40  5,  protoxyd  of  iron  28'4,  water  7-1.  The  Bregratten 
mineral  contains  one-third  less  water  (2  H). 

Analyses:  1,  Bonsdortt^G.  Rose,  Reis.  Ural,  i.  252);  2,  v.  Kobell  (J.  pr.  Ch.,  Iviii.  40);  3,  Her- 
mann (ib.,  liii.  13);  4,  5,  0.  L  Erdmann  (ib ,  iv.  127,  vi.  89);  6,  Gerathewohl  (ib.,  xxxiv.  454); 
7,  V.  Kobell  (Gel.  Anz.  Miinchen,  Apr.,  1854);  8,  Delesse  (Ann.  Ch.  Phvs.,  HI.  ix.  385);  9,  Kobell 
(J.pr.  Oh.,  Iviii.  39);  10,  J.  L.  Smith  (Am.  J.  Sci.,  II.  xi.  64);  11,  J.  D.  Whitney  (Proc.  N.  H.  Soc, 
Boston,  1849,  100);  12,  C.  T.  Jackson  (Rep.  G.  R.  I.,  88,  1840);  13,  T.  S.  Hunt  (Am.  J.  Sci.,  II. 
xxxi.  442): 


Si 

Xl 

Fe 

Fe 

Mg 

H 

1. 

Kossoibrod,  CUor. 

27-48 

35-57 

27-05 

4-29 

6-95,  Mu  0-80  =  101 -64  Bonsd. 

2. 

u  u 

23-01 

4u-2b 

27-40 

3-97 

6-34=100-98  Kobell 

3, 

24  54 

3U-72 

17-28 

17-30 

3-75 

6-38  =  99-97  Hermann. 

4. 

U  (( 

24-90 

46-20 

28-89 

 =99-99  Erdmann. 

5. 

24-96 

43-83 

31-21 

 =1()0  Erdmann 

6. 

u  u 

24-40 

45-17 

30-29 

 =99-86  Gerathewohl 

7. 

Bregratten 

26-19 

38-30 

6-00 

21  11 

3-30 

5-50=100-40  Kobell. 

8. 

Sismdndine 

24-1 

43-2 

23  8 

7-6,  Ti  tr.  =  dt<,'l  Delesse. 

9. 

25-75 

37-50 

21-00 

6-20 

7-80,  undec.  0  5  =  9b-75  K. 

10. 

Asia  Minor 

28-91 

39-52 

28-05 

7-08  =  98-56  Smith. 

11. 

R.  Island,  Masoniie 

28-27 

3i-IG 

33-72 

0-13 

5-00  =  99-28  Whitney. 

12. 

33-20 

29-00 

25-93 

0-24 

4-00, Mn  6  ( iO  =  '.'9-87  Jackson. 

13. 

Leeds,  Canada 

26-30 

37-10 

25-92 

3-66 

6-10,  Mn  0-93=101-01  Hunt. 

Erdmann,  who  made  the  earliest  analysis,  and  also  Gerathewohl  (who  made  his  examiu  ition  on 
the  same  specimen,  and  under  Erdmann's  direction),  obtained  no  water,  and  Hermann  observes 
that  the  specimen  had  probably  been  calcined,  as  it  is  the  custom  to  burn  the  emery  rock  at  the 
locahty  in  the  Urals. 

A  green  clilorite-like  mineral,  in  fine  scales,  occurring  in  a  quartz  geode  in  the  Spirifer  sand- 
stone in  the  vicinity  of  Ems,  in  Nassau,  aftbrded  Herget  (Jaliresb.,  1863,  82u): 

Si  22-26       Al  31-76       Fe  36-97       11  8-63  =  99-62. 

Giving  the  0.  rat'o  for  R,  gi,  11=8  :  14  :  11  :  7:^,  and  corresponding  to  (-i|-Fe^4-  ^1  'Si^-i- 
4H.    If  a  little  of  the  iron  is  sesquioxyd,  the  composition  may  be  the  same  as  for  chloritoid. 

Pyr.,  etc. — In  a  matrass  yields  water.  B.B.  nearly  infusible  ;  becomes  darker  and  magnetic. 
Completely  decomposed  by  sulphuric  acid.  The  masonite  fuses  with  difficulty  to  a  dark  green 
enamel. 

Obs. — The  Kossoibrod  chloritoid  is  associated  with  mica  and  cyanite  ;  the  St.  Marcel  occurs  in 
a  dark  green  chlorite  f;chist,  with  garnets,  magnetite,  and  pyrites ;  the  Rhode  Island,  in  an  argil- 
laceous schist ;  the  Chester,  Mass ,  in  talcose  schist,  with  emery,  diaspore,  etc. ;  the  Canada,  at 
Brome,  in  micaceous  schist,  and  at  Leeds  in  argillaceous  schist,  Chloritoid  occurs  also  at  Bre- 
gratten, in  Tyrol ;  at  Gumiich-Dagh,  Asia  Minor,  with  emery ;  in  Saasthal,  Yalais. 
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Xamed  Chloritoid  from  the  resemblance  to  chlorite.  The  name  Chhriis2Mih,  or  in  English  Chio' 
rite  Spa?',  has  the  precedence  in  time.  But  it  is  objectionable  in  form  and  signification,  and  has 
rightly  been  sui^erseded  by  chloritoid. 

458A.  Phyllite  Thomson  (Ann.  Lyc.  N.  T.,  iii.  47,  1828.  Ottrelite  Descl.  &  Bamour,  Ann.  d. 
M.,  IV.  ii.  357,  1842.  Isewportite  7Wi!/'e?z,  Shepard's  Min.,  i.  161,  1857).  Phyllite  (and  ottrelite) 
closely  resembles  chloritoid,  as  observed  by  Hunt  (Am.  J.  Sci.,  II.  xxxi.),  and  also  by  Descloizeaux 
(Min.,  i.  46t)j.  The  analyses  hitherto  made,  however,  show  a  wide  discrepancy.  Yet  it  should  be 
noted  on  this  point  that  we  have  only  one  of  each  variety,  and  the  mineral  is  so  involved  in  the 
containing  slate  rock  that  it  is  very  difficult  to  obtain  it  pure. 

Occurs  in  small,  oblong,  shining  scales  or  plates,  more  or  less  hexagonal,  in  argillaceous  schist. 
According  to  Descloizeaux.  ottrelite  is  probably  mouoclinic,  and  the  optical  axes  are  very  diver- 
gent. H  =  5  — 5-5;  G.  of  ottrelite  4-4.  Color  blackish-gray,  greenish-gray,  black;  streak  grayisli, 
greenish. 

Analyses:  1,  Thomson  (L  c.) ;  2,  Damour  (L  c,  357): 

gi       ^1       Pe       Fe     Mn      K  H 

1.  StevYmg,  Phyllife       38-40    23-68    17*52    8-9fi     6'80    4-80=:  100-16  Thomson. 

2.  Ottrez,  Ottrelite         43-34    24-63    16  72    8  18    5-66=:98-53  Damour. 

Yields  water  in  the  closed  tube.  Difficultly  fusible  to  a  magnetic  globule.  Reactions  for  iron 
with  the  fluxes. 

Phyllite  occurs  in  the  schist  of  Sterlmg,  Goshen,  Chesterfield,  Plainfield,  etc.,  in  Massachusetts, 
and  Newport,  R.  I.,  and  the  rock  in  consequence  of  it  is  called  by  Hitchcock  (Rep.  G.  Mass.,  4to, 
594,  1841)  "Spangled  Mica  Slate,"  the  phylhte  being  the  mica  of  the  schist.  The  scales  are 
from  in.  long,  and  half  to  one-third  this  broad.  Ottrohte  is  from  a  similar  rock  near  Ottrez, 
on  the  borders  of  Luxembourg,  and  from  Ardennes.  Phyllite  has  also  been  reported  from  Tus- 
cany. Descloizeaux  remarks  on  the  close  resemblance  of  the  ottrelite  of  Ardennes  to  the  New- 
port phyllite,  and  Hunt  on  the  same  to  the  Canada  chloritoid. 
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459.  MAKGARITE.  Perlghmmer  (fr.  Sterzing)  Molis,  Cliar.,  1820,  Grundr.,  232,  1824.  Mar- 
garite  Tyrolese  rain,  dealers.  CorunaeUite  (fr.  Pa.),  Clingmanite  (fr.  N.  C),  Silliman,  Jr.,  Am.  J. 
Sci.,  II.  viii.  380,  383,  1849.    Emeryhte  (fr.  Asia  Minor)  Smith,  ib.,  viii.  378,  1849,  xi.  59,  1851. 

Ortliorliombic  ;  hemiliedral,  with  a  monoclinic  aspect,  like  miiscovite. 
I A  /=119°-120°,  0  A  r'=152°-153°,  0  A  t=lW-UD°,  0  A  ^=129°- 
134°,  0  A  i-l=90°.  Lateral  planes  horizontally  stri- 
ated. Cleavage:  basal,  eminent.  Twins:  common, 
composition-face  /,  and  forming,  by  the  crossing  of 
3  crystals,  groups  of  6  sectors.  Usually  in  intersect- 
ing or  aggregated  lamiiise  ;  sometimes  massive,  with 
a  scaly  structure. 

E[.  =  3*5— 4"5.  G.=:2*99,  Hermann.  Lustre  of  base  pearly,  laterally 
vitreous.  Color  grayish,  reddish-white,  yellowish.  Translucent,  subtrans- 
lucent.  Laminae  rather  l)rittle.  Optic-axial  angle  very  obtuse,  109°  32', 
117°  30',  12()°  24',  128°  48',  for  the  red  ray  in  different  plates  ;  i3lane  of 
axes  parallel  to  the  longer  diagonal ;  dispersion  feeble. 

Comp. — 0.  ratio  for  fi,  Si,  H=l  :  6  :  4  :  1  ;  whence,  if  the  water  be  basic,  for  bases  and 
silica  =  2  :  i  ;  formula  (i(lJ',  iP)  +  f  Al)''  gi'=: Silica  HO-i,  alumina  51-2,  lime  11 -6,  soda  2  6,  water  4-5. 

Analyses  :  1-9.  J.  L  Smith  (Am.  J.  Sci.,  11.  xi  59,  and  xv.  208);  10-1  W.  J.  Craw  (ib.,  viii. 
379);  f4.  B.  Sihiman,  Jr.  (this  Min.,  185n,  362);  1.%  W.  J.  Craw  (ibid.);  1^  C.  Hartshorne  (ibid.) ; 
IT,  Hermann  (J.  pr.  Ch.,  liii.  1);  18,  19,  Smith  &  Brush  (Am.  J.  Sci.,  11.  xv.  209);  20,  Faltia 
(ZS.  Xat.  Yer  Halle,  v.  3Ul);  21,  J.  L.  Smith  (Am.  J.  Sci.,  11.  xlii.  90) : 


1.  Gumuch-Dagh 

2.  " 
S. 

4.  Island  of  Nicaria 

5.  " 


Si 
29-66 
30  90 
31-93 
So -2  2 
29  87 


Al 
50-88 
48-21 

48-  80 

49-  67 
48-88 


3Pe 

1-  78 

2-  81 
1-50 
1-33 
1-63 


Mg 
0-50 

undei. 
'( 

tr. 
ir. 


Ca 

13-56 
9-53 
9-41 

11-57 

10-84 


Xa,K 

1-  50 
undet. 

2-  31 
2-31 
2-86 


3-  41  Smith. 

4-  61  Smith. 
3  -62,  Mn  tr. 

5-  12  Smith. 
4-32  Smith. 


Smith. 
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Si 

Fe 

6. 

Island  of  Naxos 

3()-02 

49-52 

1  -(-.5 

•7. 

28-90 

48-53 

0-87 

8 

30-10 

50-c8 

undet. 

9. 

Siberia 

28-50 

51  ()2 

1-78 

10. 

Village  G-reen,  Pa. 

32-31 

49-24 



1  1. 

31 -06 

5 1  -20 



12. 

u  u 

31-26 

51-60 

18. 

11  li 

30-18 

51  40 

14 

Buncombe  Co  ,  X.  C. 

29-17 

48-40 

15.  Uniouville,  Pa. 

29-99 

50-57 

Uk 

32-15 

54-28 

ir. 

17. 

Sterzing 

82-46 

49-18 

l-:;4 

18 

28-47 

50-24 

165 

19. 

ii 

28  64 

51-66 

20. 

29-57 

52  63 

1-61 

21. 

Chester,  Mass. 

32-21 

48-87 

2-50 

*  0-05  of  this  is  K  O. 


Ca 

Na,  K 

II 

0  48 

10-82 

1-25 

5-55  Smith. 

undtt 

11-92 

undd. 

5-08  Smith. 

10-80 

•' 

4-52  Smith. 

12-05 

u 

5-04  Smith. 

O-oO 

10-66 

2-21 

5  27  Cra-^v. 

0-28 

9-24 

2-97 

5-27  Craw. 

0-5U 

10-15 

1-22 

4-27  Craw. 

0-72 

10-87 

2-77 

4-52  Craw. 

1-24 

9-87 

6-15 

3-99,  HF  2-03,  Silliman.  Jr. 

0-62 

11-31 

2-47 

5-14  Craw 

0-05 

11-86 

undet. 

0  50  Hartshorne. 

3-21 

7-42 

1-76*^ 

4-93=100-30  Hermann. 

0-70 

11-50 

l-87'> 

5-00  =  99-2    Smith  &  Brush. 

0  68 

12-25 

[2  01^1  4-76r^l00  Smith  &  Brush. 

U-64 

10-79 

0-18 

3-20  =  99-75  Faltin. 

0-32 

10-02 

1-91 

4-61,  Li  0-32,  :\Iu  0-20  = 

100-96  Smith 

^  Trace  of  K  0. 


Pyr.j  etc. — Yields  water  in  the  closed  tube.    B  B.  whitens  and  fuses  on  the  edges 
CorundeUite  and  cUngmanite  were  based  on  an  incorrect  determination  of  the  silica  in  the 
analyses. 

Dipltanite  of  Nordenskiold  (Bull.  Ac  St.  Pet,  v.  17)  is  only  margarite.  It  occurs  in  hexagonal 
prisms  witli  perfect  basal  cleavage.  H  =5  —  5-5.  Gr.  =  .'?-04 — 3  97.  Color  white  to  bluish  Analy- 
sis by  .Jevreiuof:  Si  34-0  J,  Al  48-88,  Ca  13-11,  Fe  3-0-2,  Mn  1-05,  H  5-34=99  87 

Obs. — ^fargarite  occurs  in  chlorite  from  the  Greiner  mount,  near  Sterzing  in  the  Tyrol,  where 
first  found  (f  426) ;  at  diflerent  localities  of  emery  in  Asia  Minor  and  the  Grec'au  Arciiipi'lai^o.  as 
discovered  by  Dr  Smith;  with  corundum  at  Village  Green,  Delaware  Co.,  I'a. ;  at  Uniouville, 
Chester  Co.,  Pa  (corundeUite) ;  at  the  corundum  locaUty  in  liuncombe  Co.,  X(jrth  Carolina  (cUng- 
mauite) ;  with  the  corundum  of  Katharinenburg,  Urals.  It  occurs  massive  in  Peun-'^ylvania. 
iJij'haaife  is  from  the  emerald  mines  of  the  Ural,  with  chrysoberyl  and  phenaeite. 

Xamed  Margarite  from  ijaoyaniTi,<.^  pearl.  The  name  is  attributed  to  Fuehs,  but  he  nowhere  pub- 
lished it.  Von  Leonhard  (Haiidb.,  1826,  766)  gives  it  as  "'the  current  name  among  the  Tyrolese 
dealers  in  minerals  " 

This  species,  according  to  Dr.  Krantz  (Am.  J.  Sci.,  II.  xliv.  256),  is  the  original  margarite.  The 
specimen  from  Sterzing  analyzed  by  Smith  &  Brush  was  one  received  so  labelled  from  Dr.  Kraut? 
of  Bonn. 

Ephesite  J.  L.  Smith.  Am.  J.  Sei.,  II  xi.  59,  1851.    Lamellar,  and  resembles  white  cyaniLe 
Cleavage  difficult.    Scratches  glass  easily.    G.  =  3  15  — 3  20.    Color  pearly-white. 
Analysis  by  Smith  (1.  c.) : 

gi         ^1         Ca        Fe    Xa,  little  K  II 
1.31-54       57-89       1  ^9       1-34       4-41        3-12=100  19. 
2.  30  04       56-45       2-11        1-00       441       3-09  =  97  07. 

The  oxygen  ratio  deduced  for  the  protox3'ds,  sesquioxyds,  silica,  and  water,  is  1  :  15  :  9  :  2. 
From  the  emery  locaUty  of  Gumuch-Dagh,  near  Ephesus,  on  specimens  of  magnetite.  Probably 
related  to  margarite,  near  which  it  is  placed  by  Dr.  Smith. 

460.  THURINGITE.    Thuringit  Breith.,  Char.,  95,  1832.    Owenite  Genih,  Am.  J.  Sci.,  II.  xvi. 

1853. 

Massive  ;  an  aggregation  of  minute  scales ;  compact.  Cleavage  of  scales 
distinct  in  one  direction. 

H.  =  2-5.  G.  =  3-186,  fr.  Saalfeld,  Smith;  3-151-3-15T,  id.,  Breith.; 
3-197,  owenite,  Genth  ;  3'191,  id.,  Smith.  Lustre  of  scales  pearl  v ;  of 
mass  glistening  or  dnll.  Color  olive-green  to  pistachio-green.  Streak 
paler.    Fracture  subconclioidal.    Yeiy  tough.    Feel  of  powder  greasy. 


Comp.— 0  ratio  for  fi,  Si,H=2  :  3  :  3  :  2:  whence,  if  half  the  water  is  basic,  a(Rfi)''-4. 
HAl,Fe))^Si^+4H. 
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OXYGEN  CO^klPOUXDS. 


Analyses:  ],  Rammelsberg  (Min.  Ch.,  851);  2,  J.  L.  Smith  (Am.  J.  Sci.,  II.  xviii.  816);  3,  4^ 
P.  Keyser  (ib.,  411);  5,  6,  J.  L.  Smith  (1.  c): 


Si 

XI 

Fe 

Mg 

iSTa  K 

H 

1. 

Tlmrinqite  22-35 

18-39 

14'86 

34-34 

1-25 

9-81=101  Rammelsberg. 
11-44= 99-36  Smith. 

2. 

"    '  '22-05 

16-40 

11-66 

30-78 

0-89 

0-14 

3. 

"       (1)  23-55 

1.V63 

13-79 

84-20 

1-47 

10-57  =  99-21  Keyser. 

4. 

Oivenite  23*21 

15-59 

13-89 

34-58 

1-26 

0-41  0-08 

10-59,  Ca  0-30  =  99-97  Keyser. 

5. 

23  58 

16  85 

14-33 

33-20 

1-52 

0-46  tr. 

10-45,  Mn  0-09  =  100-48  Smith. 

6, 

Arkansas  23-70 

16-54 

12-13 

33-14 

1-85 

0-32 

10-90  =  99-74  ^ith. 

Pyr.,  etc. — In  the  closed  tube  yields  water.  B.B.  fuses  at  3  to  an  iron-black  magnetic  glob* 
ule.    With  the  fluxes  reacts  for  iron.    Gelatinizes  with  muriatic  acid. 

Obs. — Thuringite  is  from  Reichmannsdorf  (anal.  1,  2)  and  Schmiedeberg  (anal  3),  near  Saalfeld, 
in  Thuringia ;  Hot  Springs,  Arkansas  (anaL  6) ;  owenite  from  the  metamorijhic  rocks  on  the 
Potomac,  near  Harper's  Ferry. 

Owenite  was  named  after  the  geologist,  Dr.  D.  D.  Owen. 

461.  SEYBERTITE.  Bronzite  (fr.  Amity)  J.  Finch,  Am.  J.  Sci.,  xvi.  185,  1829.  Clmtonite 
(fr.  Amity)  MatJier,  1828,  but  uupubHshed;  Mather's  Rep.  Gr.  of  N.  Y.,  467,  1843.  Seybertite 
(fr.  Amity)  Clemson,  Ann.  d.  M.,  HI.  ii.  493,  1832,  Am.  J.  Sci.,  xxiv.  171,  1833.  Chntonit  m 
Handel  [=of  the  trade],  Chrysophan  (fr.  Amity)  Breilh.,  Char.,  92,  1832.  Holraite  (fr.  Amity) 
Thomson,  Rec.  Gen.  Sci.,  iii.  335,  1836.  XautliophyUit  G.  Hose,  Pogg.,  1.  654,  1840,  Reis.  Ural, 
ii.  120,  514,  527.  Brandisit  Liebener,  in  Haid.  Ber.,  i.  4,  1846.  Disterrit  Breiih.,  in  v.  KobeU, 
J.  pr.  Ch.,  xU.  154,  1847. 

Ortlioi'liombic.  I A  1=120°.  In  tabular  crystals,  sometimes  hexagonal ; 
also  foliated  massive  ;  sometimes  lamellar  radiate.  Cleavage  :  basal  perfect. 
Structure  tliin  foliated,  or  micaceous  parallel  to  the  base. 

H.=4— 5.  G.=3— 3*1.  Lustre  pearly  submetallic.  Color  reddish- 
brown,  yellowish,  copper-red.  Streak  imcolored,  or  slightly  yellowish  or 
grayish.  Folia  brittle.  Double  refraction  strong  ;  axial  divergence  15°  to 
30°  for  white  light ;  sometimes  apparently  uniaxial,  or  united  at  the  ordi- 
nary temperature;  bisectrix  negative,  normal  to  the  base;  axial  plane  par- 
allel to  i-l ;  Descl. 

Var. — 1.  The  Amity  seybertite  (called  also  clintonite,  holmite,  and  chrysophan)  is  in  reddish-brown 
to  copper-red  brittle  foliated  masses;  the  surfaces  of  the  folia  often  marked  with  equilateral  tri- 
angles like  some  mica  and  chlorite;  optic-axial  divergence  very  smaU,  or  none  at  the  ordinary 
temperature.   G.  =  3-14S,  Brush. 

2.  XanthophylWe^  fr.  the  ^chischimskian  Mts.,  near  Slatoust,  is  in  crusts,  or  in  implanted  globu- 
lar forms.  \4r  in.  through,  which  consist  of  tabular  crystals  about  a  centre  of  talcose  schist,  which 
is  also  the  enclosing  rock.  Optically  uniaxial ;  axis  negative,  or  two  axes  very  slightly  divergent, 
and  hardly  separating  with  increase  of  temperature  ;  Descl. 

3.  Brandisite  (called  also  disterrite),  from  Fassa,  Tyrol,  is  in  hexagonal  prisms  of  a  yellowish- 
green  or  leek-green  color  to  reddish-gray;  H.  =  5  of  base;  of  sides,  6  —  6-5:  G.  =  3-04-J— 3-u5 1,  v. 
Kobell;  3  013  — 3  (i62,  v.  Hauer;  3-01— 3-06,  Liebener;  optic-axial  divergence  15°  to  30°.  Some 
of  it  pseudomcrphous,  after  fassaite. 

Comp. — 0.  ratio  for  K,  R,  Si.  H,  from  Brush's  analysis,  =  6  :  9  :  5  :  ^V;  whence  for  R  +  R,  Si= 
3  :  1,  and  formula  (*]&'+ ^Al/§i+^H.  From  v.  Kobell's  (anal.  9),  0.  ratio  for  ]&+R  :  Si  the 
t^ame,  or  3  :  1,  with  :R-'  :  R=  1:1.  From  Meitzendorfl''s,  0.  ratio  for  %  R,  Si,  H— 12  :  20  :  9  :  2^ ; 
and  for  Si=3^- :  1.    The  state  of  oxydation  of  the  iron  was  not  examined  except  in  the 

analj'sis  by  Brush. 

Analyses:  1,  Clemsor^  0-  c);  2,  Richardson  (Rec.  Gen.  Sci.,  May,  1836);  3,  4,  G.  J.  Brush  (thia 
Miu.,  li?54,  505);  5,  Plattner  (Breitk  Handb.,  ii.  385);  6-8,  Meitzendorf  (Pogg.,  Iviii.  165);  9,  v, 
Kobell  (1.  c): 

gi  Fe    Mg    Ca  H 

1.  Amity,  Seyh,       17  0    37-6       5  0    24-3    10-7    3-6  =  98-2  Clemson. 

2.  "  "  19-35  44-75  Pe 4  80  9-05  1 1-45  4  55,  Mn  1 -35,  HF  0-9,  2r  2-05  =  98-25  R. 
8.      "         "        20-24  39  13  "  3  27  2o-«4  13-69  1  04,  Xa,  K  143,  £r  0-7o  =  10o-39  Brush. 
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Si     ^1        Fe    Mg  Ca     Xa  it 

4.  Amity,  Seyb.      20  13  38-68Fe3-48  21-65  13-35    TOo.  [Xa,  K  1-43],  i^'r  0-G8-100-45  B. 

5.  "        21-4    46-7    "  4-8     dS    12  6  3-5  =  98-7  Plattner. 

G.  Slatoust,  Jiar.^/i.  lG-55  43-73     2  &1  iy04  13-12  0  69  4-33  =  10U-06  Meitzendorf. 

7.       "           "      U)-41  4H-17      2  23  19-47  14-50  0-62  4-45=rl0ir85  :\[eitzendorf. 

8  "      16-20  44-9G      2  73  19-43  I'i-lo  0-55  4*33  =  1 0U-o5  Meitzendorf. 

9  Y-Aisa,  Disier.      2u-0i)  43*22  Fe3-G0  -^5-01    4-00  3-Gu,  K  0-57  =  10o  Kobell. 

Pyr.,  etc. — Yields  water.  B.B.  iufusible  alone,  but  -whitens.  In  powder  acted  on  by  concen' 
trated  acids. 

Obs. —  StyherUte  occurs  in  limestone  with  serpentine,  associated  with  hornblende,  spinel,  pyrox 
ene,  graphite,  etc.;  o:aut/iojihyOi!>^.  in  talco.-e  scliist;  hrandmie  in  white  hinestone,  either  dis^eiii' 
iuated  or  in  grouped  crystals,  in  gev^des.  nniong  crystals  of  fassaite  and  black  spinel. 

The  seybertite  was  discovered  in  l>2-<  by  Messrs.  Fitch.  Matlier,  and  Horton,  and  named  din 
tonite  by  them  on  the  spot,  after  De  Witt  Clinton,  as  stated  by  Mather  in  his  Hep.  Geol.  N.  Y., 
1843.  "^But  the  name  was  not  published  at  the  time  by  eitlier  of  the  discoverers;  and  Finch,  the 
next  year,  1829  (1.  c),  announced  the  mineral  under  the  name  of  bronztie.  Clemson's  name  sey- 
btrtiU,  after  H.  Seybert  (1832,  1.  c.j,  has  therefore  priority  of  publication,  and  must  be  accepted 
as  the  name  of  the  species. 
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APPEXDIX  TO  HYDROUS  SILICATES. 


462.  WOLCHONSKOITE.    Kammerer,  Jahrb.  Min.,  ii.  420,  1831. 

Amorphous.  Dull — shining.  Color  bluish-green,  passing  into  grass- 
green.  Streak  bluisli-green  and  shining.  Feel  resinous.  Polished  by 
the  nail.  Fracture  subconchoidal.  Adheres  slightly  to  the  tongue.  Yery 
fragile. 

Comp. — 0.  ratio  for  bases,  silica,  and  water  (anal.  2,  4)  2  :  3  :  3,  as  in  deweyhte  and  genthite. 
Analyses:  1,  Berthier  (Mem.,  ii.  263) ;  2,  Kersten  (Pogg.,  xlvii.  489);  3,  lUmolf  (Ann.  Jour.  Mines 
de  Russie,  1842,  366);  4,  Ivanof  (Koksch.  Min.  RussL,  i.  145): 

Si       Al      €r  Mn    Mg  H 

1.  Ochansk     27*2    34-0     7-2    7-2      23-2 =98-8  Berthier. 

2.  "  37-01    6-47    17-93  10-43    1'66    1-91    2 L-84,  fb  1-01,  K  ^A  —  98-26  Kersten. 

3.  "  36-06    3-09    31-24    9-39    6-50    12-40,  Ca  1  90,  tb  0-16  =  100-74  Ilhnoflf. 

4.  "  36-84    3-50    18-85  17-85   22-46,  6a  1-39  =  100-89  Ivanof. 

Pyr.,  etc. — In  the  closed  tube  yields  water.  B.B.  blackens,  but  is  infusible.  "With  the  fluxes 
gives  reactions  for  chromium  and  iron.  Gelatinizes  with  hot  concentrated  muriatic  acid,  in  which 
hah'  the  chromium  is  dissolved,  the  rest  remaining  in  union  -with  sihca. 

Obs. — From  Okhansk  in  Siberia. 

Xamed  after  M.  Wolchonsky,  of  Russia. 

463.  Selwyxite,  ?7Znc/i  (Laboratory,  i.  237,  1867).    Massive.    H.  =  3-5.    (^.  =  2-53.  Emerald- 
green.    Subtranslucent.    Fracture  uneven  and  splintery.    Somewhat  brittle. 
Composition,  accordirg  to  an  analysis  by  Mr.  Cosmo  Xewbery  : 

Si  47-15       ^1  33-23       €r  7  62       Mg  4-56       H  6-23  =  98-78. 

Corresponds  to  the  0.  ratio  for  S,  R,  Si,  H,  1  :  10  :  16|-  :  3  ;  or  for  bases  and  silica  about 
2:3;  but  probably  a  mixture.  Perhaps  containing  some  talc  as  impurity,  with  which  it  is 
traversed  in  thin  seams.  B.B.  becomes  white  and  fuses  ou  the  edges  to  a  grayish- white  blebby 
glass.    Only  partially  soluble  in  strong  acids. 

Found  near  Heathcote,  Victoria  (AustraHa),  in  the  Upper  Silurian.  Named  after  A.  C  Sel-wyn, 
director  of  the  geological  survey  of  Victoria. 
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OXYGEX  COMPOUNDS. 


Si 

€r 

3Pe 

1.  Creuzat,  Ft. 

64-0 

23-0 

10-5 

2.  Halle 

57-0 

22-5 

5-5 

3-5 

3.  Silesia 

58-50 

3000 

2-00 

3-00 

464.  Chrome  Ochre.    A  clayey  material,  containing  some  oxyd  of  chrome.    Occurs  earthy  of  a 
bright  green  shade  of  color. 
Analyses:  1,  Drappiez;  2,  Duflos  (Schw.  J.,  Lxii.  251)  ;  3,  Zellner  (Isis,  1834,  637): 

fl 

 ,  Ca  and  Mg  2-5=100  Drappiez. 

11-0  =  99-5  Duflos. 
6'25  =  99-'?5  Zellner. 

The  formula  (Xl,  €r,  3Pe)^      corresponds  nearly  to  the  composition,  the  water  excepted. 

Chrome  ochre  occurs  at  the  localities  above  mentioned ;  also  on  Unst  in  Zetland,  Aiortenberg 
in  Sn-eden,  and  elsewhere. 

The  chrome  ochre  of  Halle,  analyzed  by  \Yolflf  (J.  pr.  Ch.,  xxxiv.  202),  approaches  selwynite  in 
composition,  but  contains  much  more  water.  It  afforded  Si  46'11,  ^^1  30-53,  €r  4-28,  3-15,  H 
12-53,  Xa  0-46,  K  3-44=100-49;  Gr.  =  2-7,  giving  rather  closely  the  formula  of  kaohn,  and  may 
be  an  impure  kaolinite. 

465.  MILOSCHITE.    Miloschin  Herder,  Pogg.,  xlvii.  485,  1839.    Serbian  Breiih.,  J.  pr.  Ch.,  xv. 

327,  1838. 

Compact.    H.  =  r5 — 2.    G.  =  2-131,  Breith.    Color  indigo-blue  to  celandine-green. 

COMP.— Approaches  (3tl,  €r)  Si  +  3  H,  it  being  a  chromiferous  allophane  with  half  the  water  of 
allophane.    Analyses  :  1,  Kersten  (Pogg.,  xlviL  485) ;  2,  Bechi  (Am.  J.  Sci.,  II.  xiv.  62) : 

1.  Rudniak       Si  27-50    ^145-01    €r  3*61    Oa  0-30    Mg  0*20    H  23*30=1 99-92  Kersten. 

2.  Tuscany  28-36        41-33         8-11      22-75  =  l(. 0*55  Bechi. 

In  a  matrass  yields  water.    B.B.  infusible.    Partly  dissolved  in  muriatic  acid. 

Prom  Rudniak  in  Servia,  associated  with  quartz  and  brown  iron  ore ;  Yolterra,  Tuscany. 

jSTamed  after  Prince  Miloschi. 


46G.  PIMELTTE.    Griiner  Chrysopraserde  (fr.  Kosemiitz)  Klapr.,  Schrift.,  Ges.  K  Berhu,  viii.  17, 
1788,  Beitr.,  ii.  134,  1797.    Pimelit  Karst,  Tab.,  28,  72,  1800. 

Massive  or  earthy.  H.=r2-5.  G.=:2-23  — 2-3 ;  2-71  — 2-76,  Baer.  Lustre  weak,  greasy.  Color 
apple-green.  Streak  greenish- white.  Translucent  to  subtranslucent.  Peel  greasy.  Does  not 
adhere  to  the  tongue. 

CoMP.— Analyses :  1,  Klaproth  (Beitr.,  ii.  134);  2,  W.  Baer  (J.  pr.  Ch.,  Iv.  49): 

§i        ^1       3Fe      M      Mg  Ca 

1.  Chrysoprase  earth  35-00     5-00     4-58    15-63      1-25    0-42  38-12  Klaproth. 

2.  Hard  Pimeliie  35-80    23-043Fe2-69      2-78    14-66    31-03  =  100  Baer. 

Pimelite  gives  water  in  the  closed  tube,  is  infusible  B.B.,  and  with  the  fluxes  reacts  for  nickel. 
Decomposed  by  acids. 

Prom  Silesia  and  elsewhere.    Named  from  Tnni\h,  fatness.    For  Glocker's  alipite  see  p.  404. 
467.  CHLOROPH^ITE.   MaccuUoch,  Western  Isles,  i.  504,  1825. 

Granular  massive,  imbedded,  or  as  a  coating  in  geodes,  fissures,  or  amygdaloidal  cavities. 
Cleavage  in  two  directions. 

H.  =  l-5  — 2.  G.  =  2-0-i,  Macculloch;  rS09,  Porchhammer.  Lustre  subresinous,  rather  dull. 
Color  dark  green,  olive-green,  changing  to  dark  brown  or  black  on  exposure. 

Formula  perhaps  Fe  §i+6  H  ?  =  Silica  3o-3.  protoxyd  of  iron  26  7,  water  40-0  =  100. 

Analysis  by  Porchhammer  (J.  pr.  (.hem.,  xxx.  399,  184S):  Prom  Faroe,  Si  3-2-85,  Fe  21-56,  Mg 
3-44,  H  42-15  =  lu0,  the  iron  beiug  corrected  (Rammelsberg)  for  the  true  atomic  weight.  B.B. 
fuses  to  a  black  glass. 

A  chlorite-like  mineral  from  the  Western  Isles  of  Scotland,  at  Scuir  More  in  the  island 
of  Rum,  and  from  Pifeshire,  occurring  in  amygdaloid ;  also  from  Qualboe  and  Suderoe,  Faroe 
Islands.  Reported  also  as  incrusting  chalcedony  in  Antrim,  and  in  small  botryoidal  groups  in 
amygdaloid  at  Down  Hill.  But  the  chemical  identity  of  the  original  chlorophseite  of  Macculloch 
from  Scuir  More  with  that  of  Faroe  or  the  other  locahties  has  not  yet  been  ascertained.  Isamed 
from  x.^oj[joi,  g)-een,  and  ^koj,  brown. 
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4G8.  KLIPSTEIXTTE.  Schwarz-Braunsteinerz  von  Klapperud  Klapr.^  Beitr.,  iv.  13T  =  OpsimosQ 
Bend.,  Tr.,  187,  1832.  Yattenhaltigt  Manganoxidsilikat  Bahr,  CEfv.  Ak.  Stockh.,  1850.  242. 
KJipsteiuite  v.  Kob.,  J.pr.  Ch.,  xcvii.  180. 

Amorphous.  Compact. 

H.  =  5  — 5-5.  G-.  =  3-5.  Lustre  dull  to  submetallic.  Color  dark  liver -brown  to  black.  Streak 
reddish-brown  or  yellowish-brown.  Opaque. 

CoMP.— 0.  ratio  for  R+K,  Si,  H,  doubtful;  perhaps  for  klipsteinite  9:6:3,  whence  (k^,  fif  gi' 
+     li^.    Perliaps  only  a  mixture. 

Analyses:  1,  Klaproth  (1.  c);  2,  Bahr  (L  c.) ;  3,  v.  KobeU  (1.  c): 

Si       ^1       Pe      Mn     Mn     Mg      Ca  fi 

1.  Klapperud,  0i)5m.      25   60   13     =98  Klaproth. 

2.  "  23-69     0-61     9-14    56-21    0-39     O'oO    9-51  =  10()-05  Bahr. 

3.  DiUenburg,  Kl<pst.      25*00     I'lO     4-00    32-17   25-00     2-00    9-00  =  98-8T  Kobelh 

Ptr.,  etc. — Yields  much  water.  Fuses  to  a  slag  which  is  black  in  the  oxydation  flame. 
Gives  reactions  for  manganese  and  iron.  Easily  decomposed  by  muriatic  acid,  the  klipsteinite 
and  Bahr"s  mineral  evolving  chlorine. 

Obs. — From  Klapperud  in  Dalecarha  with  rhodonite  ;  also  from  the  Bomberg  mine  at  Herborn, 
near  DiUenburg. 

Beudant's  name  opsimose  has  the  priority,  but  is  intolerable.  It  is  from  the  G-reek  ot/zi/^of, 
doing  anything  late.    Klipsteinite  was  given  after  Prof.  v.  Klipstein  of  Giessen. 

469.  CHAMOISITE.  Mine  de  fer  oxyde  en  grains  agglutines  Gueymard,  J.  d.  M.,  xxxv.  29,  1814; 
Chamoisite  Berthier,  Ann.  d.  M.,  v.  393, 1820.  Mlnerai  de  fer  en  grains  Berthie'i\  Ann.  Ch.  Phys., 
xxxv.  258,  1827.    Berthierine  Beud.,  Tr.,  128,  1832.    Bavalite  Huot,  Min.,  290,  1841. 

Chamoisite  occurs  com.pact  or  oolitic,  with  H.  about  3;  G.=:3  — 3-4;  color  greenish-gray  to 
black  ;  streak  lighter ;  opaque  ;  feebly  attracted  by  a  magnet.  Berthierine  is  similar  in  structure, 
has  H.  =  2-5;  color  bluish-gray,  blackish,  or  greenish-black;  streak  dark  greenish-gray;  and 
strongly  attracted  by  the  magnet. 

Analyses:  1,  Berthier  (1.  c);  2,  id.  (Ann.  Ch.  Phys.,  xxxv.  258,  1827): 

Si     Al    Fe  H 

1.  Chamoisite       14-3    7-8    60-5    17-4=100  Berthier. 

2.  Berthierine       12-4    7-8    74-7      5-1  =10u  Berthier. 

Chamoisite  fuses  easily,  and  also  gelatinizes.  Berthierine  fuses  with  difficulty  to  a  black  mag- 
netic globule,  and  gelatinizes.  The  latter  is  mixed  with  5<t  p.  c.  or  more  of  siderite  and  calcite  ; 
Berthier  found  40';^  of  the  former  in  the  material  he  examined. 

Chamoisite  forms  thick  beds  of  rather  limited  extent  in  a  limestone  contai::ing  ammonites,  at 
Chamoipon.  near  St.  Maurice,  in  the  Valais  ;  and  a  similar  substance  is  reported  from  Mettenberg 
in  the  Bernese  Oberland,  and  Banwald  in  the  Vosges.  Bertlnerine  constitutes  a  valuable  bed  of 
iron  ore  at  Hayangt^s,  Dept.  of  Moselle,  and  also  occurs -in  the  ores  of  Champagne,  Bourgogne, 
Lorrame. 

470.  ALTITE.    D.  Forbes  &  T.  Dahll,         Mag.,  xiii. 
Tetragonal     Cr/stals  like  those  of  zircon. 

H.  =  o  o.  G.  =  3-6'tl  — 3--16.  Lustre  greasy.  Color  reddish-brown,  becoming  grayish-brown  by 
alteration,    Suotrausluceut  to  opaque. 

CoMP.—  >.  very  smaU  portion,  somewhat  altered,  afforded  (1.  c  ) : 

Si  20-33  Al,  Be  1411  iFe  9-66  Zr3-92  Th  (?)  15-13  €e  0-27  Y  22-01  CaO-40  Cu,  Sn^r.  H  9  32  =  97 -24. 

Ptf.,  etc. — Yields  water.  B.B.  infusible  ;  with  the  fluxes  reacts  for  iron  but  not  for  titanium. 
Insoluble  in  acids. 

Obs. — From  HeUe  and  Naresto  in  Norway,  with  feldspar  and  black  mica. 
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4V0A.  PICROFLUITE.    Jrppe,  Act.  Soc.  Feun.,  vi. ;  Yerh.  Miii.  St.  Pet.,  1852,  148. 

Araorphous.  Lustre  greasy  to  dull.  Color  white,  inclining  to  yellow  and  blue.  H.=r2*5 
G.-l-U. 

Coup.— Probably  a  mixture  of  fluorite  with  a  magnesian  silicate.  Analyses  :  1,  Gahndo  (1.  c); 
2,  Arppe  (1.  c.) : 

Si      Fe     Mn     Mg      Ca      li  F 

1.  Lupikko   29-00    1'54    0*78    28-79    22-72    8  97  lM6  =  102-96. 

2.  "        32-16    3  50    25-19    19  86    9-08  U7iclet. 

Pyr.,  etc. — P.P.  fuses  easily  with  intumescence.  Completely  soluble  in  acids  ;  evolves  fluorid 
of  silicon  with  sulphuric  acid. 

Obs.— Occurs  at  Lupikko  in  Finland,  some  versts  south  of  Pitkaranta,  with  chalcopyrite  and 
blende. 


2.  TANTALATES,  COLUMBATES. 


I.  PYPOCHLOEE  GROUP.  Isometric. 

471.  Pyrochlore  ?:&^Cb  Cb2  03|I04ll(Ro, il)3 

472.  MiCROLiTB  ?(Oa,Mn)^fa 

II.  TANTALITE  GROUP.  Orthorhombic. 

473.  Tantalite  (Fe,Mn)Ta  (TaO.,)ol|e2|(Fe, Mn) 

474.  CoLUMBiTE  (Fe,  Mn)  (Cb,  fa)  ((Ta,  Cb)e2)2||02i(Fe,  Mn) 

475.  Tapiolite  Fe^fa*  TaeOisiOioiFes 

476.  HiELinTE  f  a,  Sn,  Fe,  ir,  Y,  6a,  H 

477.  Yttrotantalite  (Y,  Fe,  Ca,  Q^OTa^  TaeOsieaolKio 

478.  Samarskitb  f)b,  Zr,  Th,  U,  Fe,  Y,  Ce 

479.  EuxEXiTE  Ob,  f  a,  Ti,  U,  Y,  Oe,  fl 

480.  yEsCHYNiTE  fa,  6b,  Ti,  Zr,  Th,  Fe,  Oe,  La,  Y,  fl 

481.  PoLYCRASE  Cb,  Ti,  U,  Zr,  Fe,  Y,  Ce 

482.  POLYMIGXITE 

TIL  FERGUSOXITE  GROUP.  Tetragonal. 

483.  Fergusonite  ?(Il^Zr)^6b^  CbaOsiOsKR,  yZr)5 

484.  Adelpholite 

Appendix. — 485.  Men^gite         486.  Ruthebporditb. 


471.  PYROCHLORE.    Pyrochlor  (fr.  Friedericksvarn)  Wohkr,  Pogg.,  vii.  417,  1826. 
Hydrochlor,  Fluochlor,  Eerm.,  J.pr.  Ch.,  1.  186,  187,  1850. 

Isometric.    Observed  planes :  1,  /,  2-2,  3-3,  0.    In  octahedrons ;  f.  2, 
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8,  20  +  8,  8  witli  planes  2-2.  Cleavage:  octahedral,  sometimes  distinct, 
especially  in  the  smaller  crystals. 

H.  =  5  — 5-5.  G.=4-2-i-35;  4*32,  from  Miask,  Eose ;  4*203,  ib.,  Her- 
mann ;  4-203 — i-221,  from  Friederichsvarn,  Hayes.  Lustre  yitreous  or 
resinous.  Color  brown,  dark  reddish  or  blackish-brown.  Streak  lia'lit 
brown,  yellowish-brown.    Subtranslucent — opaque.     Fracture  conchoidal. 

Var. — The  name  hydrochlor  was  given  by  Hermann  to  kinds  containing  water  (anal.  5,  7),  and 
fluocMor  to  those  containing  fluorine  (anal.  1.  2,  3);  both  bad  and  unnecessary  names. 

Cpmp.— A  columbate  of  lime,  cerium,  and  other  bases,  but  exact  constitution  not  ascertained; 
fi-  Cb?  Analyses:  1,  Wohler  (Pogg.,  xlviii.  88;;  2,  3.  Hermann  (J.  pr.  Ch.,  xxxi.  94,  1.  188, 
lh)2);  4,  id.  (Bull.  Soc.  ISTat.  Moscoii,  xxxviii.  366);  5,  Wohler  (1.  c);  6,  Chydenius  (Pogg.,  cxix. 
4o);  7,  W^ohler  (1.  c);  8,  9,  A.  A.  Hayes  (Am.  J.  Sci.,  xlvl  164): 

Cb       Ti    Fe    Mn    Y     Ce     La    Mg    Ca     Na     K     F  fl 

1  Miask      67-38     tr.    1-29  0-15  O'Sl  IS'lo    ?    10-98  S-gS"*  3-23  1-16,  Sn?  = 

...  102-08  W 

2  "         62-25    2-23  5-11   tr.    0*70    3-09   2-00           13-54     3'7-2^     3-00  0-50,  Zr  5-57=. 

101-71  H. 

3  "  60-83<=  4-90  2*23    0*94       15*23     1-46    9-80  2-60«  0-54'' 2-21   =100-83  H. 

4  "  61-80    3-23  1-54   6  20^    11-97  2-69*0-o4  2-21  ,  Th  8-88  = 

99-06  H. 

5.  Brevig     67-02     tr.    133  1-69    5-16'^    tr.    9-88    tr.  7-06,  U  4-G()=: 

97-80  W. 

6.  61-07      2-82«          —    5-00   16-02  4-60           und.  1-17.  Th  4-(j2,  Sn 

0-57=95-87  C. 

7  FredVn    62-75  2-16^  2-75    6-80?   12-85    tr.     tr.  4-20,  U  518.  Sn 

0-tU  =  97-25 

8.  "  53  10  20-20  2-35^         19-45        0-8O.  t^.  Mn.  f»b. 

Sn  1-20  =  97-10  H. 

9.  "  59-00  18-33  0-70^   16-73  5-63    0-80  =  101  19  H. 

*  "Without  the  oxysen  Id.,  and  with  some  Li.  ^  Later  made  to  consist  of  14'68  columbic  acid  and  46-15 
hypoc'jlumbic  acid.    ^  With  thoria.     *  Witn  pi  otox.  of  uranium.     *  Fe^         ^  Ce^O^ 

Pyr.,  etc. — Pyrochlore  from  the  Miask  gives  but  traces  of  water  in  the  closed  tube.  B.B. 
infusible,  but  turns  yellow  and  colors  the  flame  reddish-yellow.  When  ignited  it  glows  momen- 
tarily as  if  taking  fire,  the  same  phenomenon  as  observed  with  gadohnite.  With  borax  and  salt 
of  phosphorus  in  both  flames  gives  a  light  green  bead,  becoming  colorless  on  cooling.  A  saturated 
bead  of  borax  gives  a  greenish-gray  enamel  in  E.F..  while  that  -with  salt  of  phosphorus  is  reddish- 
gray.  Decomposed  by  concentrated  sulphuric  acid  with  evolution  of  fluorine  (G.  Rose).  Pyro- 
chlore from  Xorway  gives  water  in  the  closed  tube,  and  B.B.  fuses  with  difiiculty  to  a  dark  brown 
slaggy  mass.  Witli  borax  in  R.F.  gives  a  dark  red  bead,  which  by  flaming  turns  to  a  grayish- 
blue  to  pure  blue  enamel.  Dissolved  with  effervescence  in  salt  of  phosphorus,  giving  in  O.F.  a 
yellow  bead  while  hot,  becoming  grass-green  on  coohng  (uranium).  In  KF.  the  bead  is  made 
dark  red  to  violet  (titanic  acid).  Fused  with  soda  gives  a  green  color  (manganese).  All  varieties 
are  decomposed  by  fusion  with  bisulphate  of  potash.  Most  specimens  are  sufficiently  decomposed 
by  muriatic  acid  to  give  a  bhie  color  when  the  concentrated  solution  is  boiled  with  metallic  tin  ; 
this  color  disappears  after  a  time,  and  almost  immediately  if  diluted  with  water. 

Obs. — Occurs  imbedded  in  s.yenite  at  Friederichsvarn  and  Laurvig,  Xorway,  with  zircon,  poly- 
mignite,  and  xenotime;  at  Brevig,  with  thorite ;  and  near  Miask  in  the  Urals. 

Named  from  -vo.  fire^  and  x^ixiuoi^  green,  because  B.B.  it  becomes  yellowish-green. 

472.  MICROLITE.    Microlite  C.  U.  Shepard,  Am.  J.  Sci.,  xxvii.  361,  1835,  xxxii.  338,  xliii. 
116.    Pyroclilore  Hayes,  ib.,  xliii.  33,  xlvi.  158,  338, 

Isometric.  Forms  octahedral.  Observed  planes :  1,  /,  2-2  (or  3-3). 
Figs.  2,  8,  20  +  8.    Known  only  in  small  crystals. 

H.=:5-5.  G.  =  5-485  — 5-562,  the  last  from  a  large  crystal,  Shepard  ;  5'405, 
Hayes.  Lustre  vitreous  or  resinous.  Color  pale  clear  yellow  to  brown. 
Streak  pale  yellowish  or  brownish.    Translucent  to  opaque. 
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Comp. — Tlie  yellow  crystals  were  made  by  Hayes  essentially  columbate  of  lime.  From  blowpipe 
investigation  suggested  by  Brush  to  be  probably  (priv.  contrib.)  a  pyrochlore,  in  which  tautalic 
ncid  replaces  the  columbic,  this  corresponding  with  the  high  specific  gravity  and  larger  percentage 
of  the  nietalhc  acid. 

Analyses:  1,  Shepard  (1.  c,  xxxii.  ^?88);  2,  Hayes  (ib.,  xlvi.  158): 

Cb(fa?)     Sn  Mn       fb        Ca    W,  Y,  U  fi 

1.  Chesterfield      75-70        14-84       7-42       2-04=100  Shepard. 

2.  "  79  60       0-70       2-21       1-60     10-87,    Pe  0-99  =  95-97  Hayes. 

Pyr.,  etc.— B.B.  infusible.  In  salt  of  phosphorus  diflScultly  soluble,  giving  in  O.F.  a  bead 
yellow  while  hot.  and  colorless  on  cooling.  In  R.F.  after  long  blowing  yields  a  pale  bluish-green 
bead.  Xot  attacked  by  muriatic  acid,  but  decomposed  on  fusion  with  bisulpliate  of  potash,  and 
the  solution  of  the  fused  mass  remains  uncolored  when  boiled  with  metallic  tin. 

Obs. — Occurs  at  Chesterfield,  Mass.,  in  the  albite  vein,  along  with  red  and  green  tourmaline, 
columbite,  and  a  little  cassiterite. 

Named  from  fjiKf/oi,  small,  alluding  to  the  size  of  the  crystals. 

473.  TANTALITE.  Tantalit  Ekeberg,  Ak.  H.  Stockh.,  xxiii.  80,  1802.  Tantalite  pt.  later  authors 
Ferro-tantahte  Thorn.,  Rec.  Gen.  Sc.,  iv.  416,  1836;  =  Columbate  of  Iron  ;  =Siderotantal  Hausm., 
Handb.,  ii.  960,  1847  ;=Tammela-TantahtiY  NordensMold,  Act.  Soc.  Sc.  Fenn.,  i.  119  ;=Skogb6- 
lit  A.  E.  Kordenskiold,  Beskrifn.  Finl.  Min.,  1 855.  Kimito-Tantalit  N.  Nord. ;  =Lxiolith  A.  E.  Nord.y 
Pogg.,  ci.  632,  1857.  Finbo-Tantalit ;  Broddbo-Tantalit  ;=Kassiterotantal  Hausm.,  1.  c.  Ildefon- 
sit  Haid.,  Handb.,  1845,  548  ;=Harttantalerz  Breith.,  Char.,  230,  1832,  Handb.,  874,  1847. 

Orthorhombic.  Observed  planes  as  in  the  figure.  /A  /=101°  32', 
0  A  l-z  =  122°  3f  ;  a\l\  c=l-596T  :  1  :  1-2247. 

i  Ai  OV.  H  =  112°  ZV 

1  Ai,  OV.  /,r=91  44: 

1-2  A  1-2,  adj., =111  48 
i-l  A  ^-f =118  33 
i-iAi-i,  top, =113  48 
f-^  A  f-l,  top,  =  54  4 
jr^  A  -^-i,  top,=16T  38 

i-ij  common.    Also  massive. 
8.    Lustre  nearly  pure  metal- 
le.    Color  iron-black.  Streak 
Opaque.  Brittle. 

Comp.,  Var. — (Fe,  Mn)  Ta,  with  sometimes  stannic  acid  (Sn)  replacing  part  of  the  tautalic. 
A  tantalate  either  (1)  of  iron  (anal.  1-1 1,  13-15,  19,  20).  or  (2)  of  iron  and  munga-'cse  (anal.  1-2).  or 
(3)  a  stanno-tantalate  of  these  two  bases,  part  of  the  tantalic  acid  being  replaced  by  oxyd  of  tin 
(anal.  16-18,  21-23).  Number  1  is  the  Ferrotantalite  of  Thomson;  1  and  2,  the  Siderotanialite  of 
Hausmanu  ;  3,  the  Gassiteroiantalite  and  Ixiolite.  The  kinds  shade  into  one  another.  The  last  has 
the  lowest  specific  gravity,  G.=7  — 7-3.  The  mineral  varies  in  the  stale  of  oxydation  of  the 
bases,  owing,  as  Rose  has  shown,  to  alteration  of  the  protoxyds  to  sesquioxyds ;  with  the  increa:e 
of  the  latter  the  streak  loses  its  black  color.  It  varies  also  in  0.  ratio  for  bases  and  acid 
between  1  :  4  and  1  :  5.  The  latter  corresponds  to  Tautalic  acid  86-05.  protoxyd  of  iron  )  3-95, 
and  the  former  to  83-1  and  16*9.  Rose  finds  that  prolonged  washing  of  the  powdered  mineral 
carries  off  the  iron. 

Analyses:  1,  Nordenskiold  (Jahresb.,  xii.  190);  2,  Jacobson  (Pogg.,  Ixiii.  817);  3,  Brooks  (ib); 
4,  Weber  (Po-xg.,  civ.  85);  5,  6,  Arppe  (Act  Soc.  Sci.  Fenn.  vi. ;  Yerh.  Min.  St.  Pet..  1862,  155); 
7,  Biomstrand(Mem.  Univ.  Lund.,  1865,  J.  pr.  Ch.,  xcix.  43) ;  8,  Damour  (Ann.  d.  M.,  lY.  xiii.  337); 
9.  1"',  Jenzsch  (Pogg.,  xcvii.  1"4 — the  2d  anal,  of  a  specimen  altered  by  exposure);  11,  Chandler 
(Inaug,  Dissert.);  12,  13,  Berzelius  (Schw.  J.,  xvi.  259,  447,  xxxi.  37 i);  14,  Hermann  (J.  pr.  Ch., 
Ixx.  2i)5);  15,  A.  Nordonski')ld  (Pogg.,  ci.  630);  16,  Wornum  (Pogg.,  Ixiii.  317);  17,  13,  Weber 
(Pog?.,  civ.  85);  19,  A.  Xordenskiuld  (Pogg.,  cvii.  374);  20,  Blomstrand  (1.  c);  21-23,  Berzelius 
(AfhT,  iv.  172,  205,  207): 


427 

•  9 

IT 

0  A  i-z=146°  54' 
6>  Af-z=llT2 

A-J-V-^=1T3  49 

i-l  A  1-2=143 

^•-I  A  1=123  45 
i-l  A  |-f =135  4 

1  A-J,  adj.,  =  126 

Twins  :  composition-face 
IL  =  6-B-5.    G.  =  T--i 
lie,  somewhat  adamantin 
reddisli  brown  to  black. 
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Ta 

Sn 

Fe 

Mn 

Cu 

A. 

Ca 

1. 

Tammela 

8:^,-44: 

ir. 

13  75 

1-12 

tr. 

 =:9S-?.l  Xordenski3ld;  G.  =  7-261 

9. 

84-1  o 

0-32 

14-6S 

0-90 

1-Sl 

0-07=101-93  Jacobson;  CI.  =  7- 197. 

84-70 

0-5  0 

14-29 

1-78 

0-04 

 r=l(  10-81  Brooks. 

4. 

83-90 

U-..6 

13-81 

0-74 

Oil 

 =09-22  TVeber;  G.  =  7-414. 

5. 

83-66 

0-SO 

15-54 





 =100Arppe;  G.  =  7-36. 

6. 

82-71 

0--3 

15-Vt9 

 ■ 



 =99  53  Arppe. 

7. 

84-05 

0-si 

14-47 

(1  27 

 Mg-  0-08  =  99-08  Blomstraud. 

8. 

Chanteloube 

82-98 

1-21 

14-62 

tr. 

Si  0-42 

 =99-23  Damour;  G.  =  7-65. 

9. 

u 

83-55 

l-n2 

14-48 

ir. 

Zr  1-54 

 =100-59  Jenzsch;  G.  =  7-703. 

10. 

(( 

78-98 

2-36 

13-62 

tr. 

"  5-72 

 =100-68  Jenzsch;  G.  =  7-04. 

11. 

<( 

79-89 

1  51 

14-14 

182 

"  1-32 

 =98-67  Chandler;  G.  =  7-53. 

1-2. 

Kimito 

83-2 

0-6 

7-2 

7-4 

 =98-4  Berz. 

13. 

85-85 

0-80 

12-94 

1-60 

Si  0-72 

0-o6  =  102-47  Berz.;  G.  =  7-936. 

U. 

(( 

84-09 

0-70 

3-38 

1-H2  3FelO-08 

 =99-70  Herm. 

15. 

.( 

84-44 

1-26 

13-41 

0-96 

Cu  0-14 

0-15  =  100-36  Xord. ;  G.  =  7-85. 

16. 

11 

77-83 

6-81 

8-47 

4-88 

"  0-24 

0-50=98-73  Wornum;  G.  =  7-155. 

17. 

(( 

75-71 

9-67 

9-80 

4-82 

 =99-50  Weber. 

18. 

11 

76-81 

9-14 

9-49 

427 

0-07 

0-41  =  l(:r0-19  Weber;  G.=7-277. 

19. 

Bjorkboda 

83-79 

1-78 

13-42 

1-63 

 =100-62  Xord. 

20. 

81-46 

1-99 

13-03 

2-29 

0-35,WO-27,  ZrO-26,  Mg  0-19  =  99-84 

Blom  strand. 

21. 

Broddbo 

68-22 

8-26 

3Fe  9-58 

5fn7-15 

"\V  6-19 

1-19  =  100-59  Berz. 

22. 

u 

60-35 

8-40 

"  11;07 

660 

6-12 

1-50  =  100  04  Berz. 

23. 

Fiubo 

66-99 

16-75 

"  7-67 

"  7-98 

2-40=101-79  Berz. 

TardaVc  and  cohonbic  acids  were  formerly  supposed  to  contain  either  3  or  2  of  oxygen,  and  a 
Tiypotardalic  and  a  liypoco'unibic  were  recognized.  The  recent  results  of  Marignac,  confirmed  by 
those  of  Blomstraod,  have  led  to  the  conclusion  that  there  is  but  one  aoid,  and  that  this  one  con- 
tains 5  of  oxygen,  as  represented  in  the  symbol  above  used.. 

Klaproth  obtamed  from  the  Kimito  tantahte  (Beitr..  v.  0)  fa  83.  Fe  10,  Mn  2  =  100;  Yauquolin 
(Haay  Tabl,  308)  fa  83,  Fe  12,  Mn  8  =  103;  and  Wollaston  (Phil.  Trans..  1809)  fa  85,  Fe  10, 
Mn  4=99. 

Pyr.,  etc. — B.B.  unaltered.  With  borax  slowly  dissolved,  yielding  an  iron  glass,  which,  at  a 
certain  point  of  saturation,  gives,  when  treated  in  R.F.  and  subsequently  tiamed,  a  grayish-white 
bead  ;  if  completely  saturated  becomes  of  itseh"  cloudy  on  cooling.  With  salt  of  phosphorus  dis- 
solves slowly,  giving  an  iron  glass,  which  in  R.F.,  if  free  from  tungstic  acid,  is  pale  yeUow  on  coohng ; 
treated  with  tin  on  charcoal  it  becomes  green.  If  timgstic  acid  is  present  the  bead  is  dark  red, 
and  is  unchanged  in  color  when  treated  with  tin  on  charcoal.  With  soda  and  nitre  gives  a  greeu- 
i=!h-blue  manganese  reaction.  On  charcoal,  -with  soda  and  sufficient  borax  to  dissolve  the  oxyd  of 
iron,  gives  in  R.F.  metallic  tin.  Decomposed  on  fusion  with  bisulphate  of  potash  in  the  platinum 
spoon,  and  gives  on  treatment  with  dilute  muriatic  acid  a  yellow  solution  and  a  heavy  white  pow- 
der, which,  on  addition  of  metallic  zinc,  assumes  a  smalt-blue  color;  on  dilution  with  water  the 
blue  color  soon  disappears  (v.  KobeU). 

Obs  — Tantahte  is  confined  mostly  to  albite  or  oligoclase  granite,  and  is  usuaUy  associated  with 
beryl.  Xear  Harkiisaari^  tantahte  is  associated  with  rose  quartz  and  gigantohte,  in  albitic  granite. 
At  Katiala  it  is  associated  with  lepidolite,  black  tourmaline,  and  colorless  beryl. 

Occurs  in  Finland,  in  Tammela,  at  Harkiisaari  near  Torro,  associated  with  gigantolite  and  rose 
quartz ;  in  Kimito  at  Skogb  jle,  in  Somero  at  Kaidasuo.  and  in  Kuortane  at  Katiala.  with  lepidolite, 
tourmaline,  and  beryl;  in  Sweden,  in  Fahluu,  at  Broddbo  and  Finbo ;  in  France,  at  Chanteloube 
near  Limoges,  in  pegmatite.  Lao  itt.  from  Kimito.  was  instituted  on  a  supposed  (not  real)  differ- 
ence of  crystaUine  form.    IldeimWde,  is  from  lldefouso,  Spain,  and  has  G.  =  7-416,  H.  =  6  — 7. 

Xamed  Tardaliie  by  Ekeberg,  from  the  m^^tbic  Tantalus,  in  playful  allusiou  to  the  diflBculties 
(tantalizing)  he  encountered  in  his  attempts  to  make  a  solution  of  the  Finland  mineral  in  acids. 
The  name  was  afterward  extended  to  the  American  mineral  colunih'de,  and  to  the  same  from  other 
localities  ;  while  the  name  cohmibite.  the  metal  columbi:im  having  been  discovered  a  httle  prior 
to  tantalum,  received  a  similar  extension,  so  as  to  include  all  tantalite.  The  subsequent  discovery 
that  tantalum  and  columbium  were  distinct  metals,  and  that  the  two  compounds  differed  also  in  the 
atomic  proportions  of  the  constituents,  finally  established  them  as  independent  species. 


474.  COLUMBITE.  Ore  of  Columbhim  (fr.  Conn.)  Hafcheti,  Phfi.  Tr.,  1802.  Columbite  Jame- 
son, Min.,  li.  582,  1805,  Columbate  of  Iron.  Columbeiseu  Ge7m.  Baierine  (fr.  Bavaria)  Btud., 
Tr.,  ii.  655,  1832.    Torrelite  Thorn..  Rec.  Gen.  Sci.,  iv.  408,  1836.    Xiobite  Eaid.,  Handb.,  549, 
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1845.  Greenlandite  Breith.,  B.  H.  Ztg.,  xvii.  61,  1858.  Dianite  v.  Koh.,  Bei  Ak.  Miinclien 
Mar.  10,  1860. 


Orthorhombic.    I A  7=101°  26^  Oa  53^;  a:h:  c=l-0038  : 

1  :  1-2225.    Observed  planes  :  0  ;  vertical,  i-i,  i-t,  /,  ^  |,       ^-S  ;  domes, 
z,  K        1-^,  24;  octahedral,  i  1 ;        2-2  ;  1-|,  2-|;  2-2;  1-5,  2-S, 
9-S  ;  2-6,  4-12.    Of  these  planes,  zone  l-i  :  i-l  contains  1-^,  1-5,  1-|,  1,  2-5  ; 


zone 


9J 


contains  2-z,  2-6,  2-5,  2-2,  2-| ;  zone       :  i-i  contains  1-5, 


2-6,  4-12  ;  zone  f-z  :  i-l  contains       f-2,  1-|,  2-5. 


428 


429 


430 


Greeuland. 


12 


Middletown,  Conn. 


f-z  =  146  13 

1-  z=140  36 

2-  z=:121  20 
1  =  127  38 


OA 
OA 
OA 
OA 
OA 

0  A  1-5  =  138  26 
6>  A  2-5=119  25 
A  lr=127  48 
A  1  =  120  6 
A  1-5  =  104  30 
i-l  A  ^'-2=157  45 


Bodenmais. 

i-l  A  7=140°  43' 
i-l  A  7=129  17 
i-l  A  i5=157  50 
i-l  A  1-5=127  55 
i-l  A  2-z=148  40 
1-5  A  1-5,  adj. ,  =  151 
^-5  A  ^-5,  ov.  ^-^,  =  135  40 
^-2  A  ^-2,ov.^  =  135  30 
^•-5  A  '^'-5  =  121  34 
^-5  A  2-5  =  150  35 


Twins  :  composition-face  2-2.  Cleavage :  i-i  and  i-i^  the  former  most  dis- 
tinct.   Occurs  also  rarely  massive. 

H.=6.  G.  =  5'4— 6*5.  Lustre  submetallic ;  a  little  shining.  Color 
iron-black,  brownish-black,  grayish-black  ;  often  iridescent.  Streak  dark 
red  to  black.    Opaque.    Fracture  subconchoidal,  uneven.  Brittle. 

Comp.,  yar. — Columbate  and  tantalate  of  iron  and  manganese,  of  the  general  formula  (Fe, 
Mu)  (Cb,  Ta),  with  at  least  twice  as  mnch  atomically  of  columbic  as  of  tantalic  acid,  and  with  the 
specific  gravity  increasing  as  the  proportion  of  tantahc  acid  increases  (Blomstrand,  1865  ;  Marig- 
nac,  isfib).  The  following  are  some  of  the  ratios  from  Marignac's  determinations:  (1)  From 
Greenland,  fa  3-3  p.  c. ;  Cb  :  fa=35  :  1.  (2)  Acworth,  K  H.,  La  VDate,  near  Limoges,  and  the 
dianite  of  Bodenmais,  fa  lo'S— 13-4;  Cb  :  fa=7  or  8  :  1.  (3)  Another  fr.  Bodenmais,  fa  27-1  : 
Cb :  fa=3  :  1.  (4)  A  third  fr.  Bodenmais,  fa  35-4;  Cb  :  fa^about  2  :  1.  (5)  From  Haddara, 
fa  30-4,  and  another  31-5;  Cb  :  fa=2  5  :  1.  (6)  In  another  from  Haddam  he  found  only  10 
p.  c.  of  tantalic  acid,  but  queries  the  result.    Blomstrand  obtained  for  a  Haddam  specimen  (anal. 
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5)  Cb:  fa=3  :  1,  with  G.=:6-151;  for  one  fr.  Bodenmais  (anal.  16),  Ob  :  fa=4  :  1,  with  G- 
&-75;  another  fr.  B.  (anal.  11),  Cb  :  fa=2-5  :  1,  with  G.^G  'iG;  for  one  fr.  Greenland,  no  ta> 
ivith  G.  =  5-395.    Ilis  results  all  give  for  the  0.  ratio  of  bases.  and  acids  1:5. 

No.  3,  above,  gives  the  formula  3  (Fe,  Mn)  Cb  +  (Fe,  Mn)  Ta ;  and  Xo.  4,  2  (Fe,  Mn)  Cb  +  (Fe, 
Mu)  Ta ;  while  1  gives  35  (Fe,  Mn)  Cb  +  (Fe,  Mn)  Ta.  Fe  (Jb  corresponds  to  columbic  acid  7i5'b3_ 
protoxyd  of  iron  21-17  =  100. 

The  following  are  the  G.  of  the  specimens  employed  for  the  analyses  .below : 

Connecticut,  ansil.  2,  b-4:(id—5-4:db-  3,  5-708 ;  4,  5-8  ;  5,  5-58— 5-59;  C,  6-028— G'048 ;  7,5-85. 
Z?am/-/a,  anal.  9,  6-39;  11,  5-7  ;  12,  G-02— 6-()6  ;  IH,  5-97G;  14,  ■5-971 ;  15,5-698.  linien  Mts., 
anal.  19,  5-49— 5*73;  20,  5-461  ;  21,  5-447.  Greenland,  anal.  22,  23,  5-375;  24,  5-4* — 5-42.  Chan- 
tdouhe,  anal.  27.  5-6o — 5*727.    Other  G.  are  as  follows: 

C.  fr.  Northfield,  Mass.,  G-5,  Shepard;  fr.  Monte  Video,  S.  A.,  5-G60,  Maskelyne ;  fr.  Iladdam,  5*967, 
Schrauf:  fr.  Middletown,  5*590  and  5  645,  id. ;  fr.  Greenland,  5  :S95,  id.  ;  fr.  Bodenmais,  G  il 5,  id. 

The  Bodenmais  specimens,  having  the  highest  G.,  give  a  black  powder ;  and  others,  of  less,  a 
dark  reddish-brown,  but  as  a  result  of  partial  alteraiio:i.  Rose. 

The  angles  of  the  crystals  vary  considerably.  The  angles  above  given  are  those  calculated  by 
Schrauf  after  a  study  of  the  crystals  of  various  locaUties,  adopting  for  the  basis  i-i  A  1-3  =  104** 
30'  (obs.  on  Greenland  crystals),  and  i-i  A  iA=  1 12'  10'  (112°  20',  obs  on  Gr.  cryst.).  The  author 
obtained  somewhat  difterent  results  from  a  Middletown  crystal,  f  429  (this  Mm.,  edit,  of  18i;7, 
et  seq..  Am.  J.  Sci.,  xxxii.  150,  1n37):  i-l  A  1-3=104°  5i' ;  i-i  A  7=140°  40',  whence  I A  7=100' 
40':  i-i  A  i-3=158'  6'.  whence  i-l  A  *-3  =  lll°  54' ;  OA  ^4=160°  34',  whence  i-l  A  ^-i=l()9'  2G' ; 
Oa1-3=13H°  36';  (9a2-I=119°  40';  1-3  A  1-3,  adi.,  =  150°  17'.  The  angles  7a7=100°  40', 
0  A  -1-^=160°  34',  correspond  to  the  dimensions  a:  h  :  c=l -0584  :  1  :  r20r'9.  Schrauf 's  measure- 
ments gave  him  for  i-l  A  7=140°  30'.  fr.  Greenland  and  Bodenmais  ;  i-l  A  ^-1=108  ,  fr.  B. 

The  crystals  from  Bavaria,  Miask,  Connecticut,  Chesteriield,  Mass.,  and  Monte  Video,  have  the 
general  form  shown  in  f.  429,  430,  though  sometimes  with  the  basal  plane  wanting ;  while  those 
(if  Greenland  have  tlie  habit  generally  off.  4:^1  (fr.  Schrauf 's  paper).  Occasionally  the  octahedral 
planes  are  very  much  elongated,  producing  crystals  with  long  pyramidal  summits,  as  a  kind 
from  Acworth,  X.  H.  (Shep.,  Am.  J.  Sci.,  xvii.  358,  1830). 

Analyses:  1,  Wollaston  (Phil.  Trans.,  1809,  216);  2,  Schlieper  (Pngg.,  Ixiii  317);  3,  H.  Rose 
(ib.);  4,  Hermann  (J.  pr.  Ch.,  xliv.  207);  5,  C.  F.  Chandler  (Inaug.  Dissert.);  6,  Oestcn  (Pogg., 
xcix.  617);  7,  T.  S.  Hunt  (Am.  J.  Sci.,  11.  xiv.  340);  8,  Blomstrand  (Mem.  Univ.  Lund.,  18G5,  J. 
pr.  Ch.,  xcix.  44);  9-11.  H.  Rose  (1.  c);  12.  Avdejef  (Pogg.,  Ixiii.  317);  13,  Jacobson  (ib.);  14, 
Chandler  (1.  c);  15,  Warren  (Pogg.,  Ixxxv.  438);  16,  17,  Blomstrand  (1.  c  ) ;  IS,  H.  Midler  (J.  pr. 
Ch.,  Iviii.  183,  Ixxix,  '11);  19,  Hermann  (J.  pr.  Ch.,  xxxviii.  121);  20,  Bromeis  (Pogg.,  Ixxi.  157); 
21--j:3,  Oesten  (1.  a;;  24,  Hermann  (Bull.  Soc.  Nat.  Moscou,  xxxix.  67,  Ks6G);  25.' Midler  (1.  c); 
26,  Blomstrand  (1.  c);  27,  Damour  (C.  R.,  xxviii.  353);  28,  A.  Nordenskioid  (Beskrifu.  Fiul.  Aliu., 
1855,  40) : 


Cb  fa 

Sn 

W 

Fe 

Mn 

Cu 

Ca 

1. 

Connecticut 

80 

15 

5 

 =100  Wollaston. 

2. 

Middletown 

78-83 

0-29 

16-66 

4-71 

0*07 

0*45,  Mg  0*22  =  101-23  Schlieper 

3. 

79*62 

0*47 

16-37 

4-44 

0-06 

^r.=  lt'0-96  Rose. 

4. 

li 

78-22 

0-4 

0-26 

14-06 

5-63 

 ,  Mg  0*49  =  99-06  Hermann. 

5. 

(; 

76*79 

0-GO 

18-23 

3*14 

0  48  =  09-24  Chandler. 

6. 

u 

79-80 

0  56 

15-00 

4-50 

 =99-86  Oesten. 

7. 

Haddam 

80-60 

tr. 

15-57 

3-25 

0*50 

 =99-92  Hunt. 

8. 

51*53  28-55 

0-34 

0-76 

13-54 

4-55 

 ,  Zr  0-34,  Mg  0-42,  H  0-16  = 

100-19  B. 

9. 

Bodenmai3 

81-07 

0-45 

14*30 

3*85 

0-13 

^r.  =  98-80  Rose. 

10. 

81-34 

0*19 

13-89 

3*77 

0-10 

^r.  =  99".i9  Rose. 

11. 

u 

79*63 

0*12 

15*10 

4*65 

0-12 

;r.  =  99-G7  Rose. 

1-2. 

u 

80*64 

0-10 

15-33 

4 -60 

0-21  =  100  93  Avdejef. 

13. 

79*73 

o-lO 

14-77 

4-77 

1-51 

 =100-89  Jacobson. 

14. 

u 

75*02 

0-47 

0-39 

17*22 

3-59 

0-22  =  96-91  Chandler. 

15. 

11 

78-51 

0  03 

1-47 

15-77 

2*31 

0*30,  Mg        =99-96  Warren. 

16. 

u 

56-43  22-79 

0-58 

1  07 

15-82 

2*39 

 ,  Zr  0-28,  Mg  0-40,  H  0-35  = 

loO-ll  B 

17. 

u 

48-87  30*58 

0-91 

15*70 

2*95 

 ,  Mg  0-14,  H  0-40  =  99-55  Bl. 

18.  Tirschenreuth  78*6 

0-17 

15-1 

5-2 

 =99*07  Midler. 

19. 

Ilmen  Mts. 

80-47 

8*50 

6*09  Mg2*44 
4-48Mg3-01 

 ,  Y  2*0,  U  0-50  =  1 00  llerra 

0*75,  U  0-56  =  li  0-17  Bromeis. 

20. 

78-GO 

12*76 

21. 

76-66 

0*42 

l4->9 

[7-55] 

0*54,  U  0*54=100  Oesten. 

21. 

Greenland 

76-04 

0-39 

lc.91 

4-34 

0-54=98-22  Oesten. 

23. 

a 

77-80 

0-17 

16*52 

4  95 

0-39=99-83  Oesten. 

51S 
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(^b  Ta 

Sn 

W  Fe 

Mn 

Cu  Ca 

24. 

GrccDland    52*76  25'^ 

  16-41 

4-50 

-,  Mg  6-60  =  99-91  HermauQ. 

25. 

"  Evigtok  78-74 

0-16 

  16-40 

5-12 

-=100-42  Miiller. 

2G. 

77-97 

0  73 

0-13  1733 

3-28 

  tr., 

Zr  0-13,  Mg  0-28,  Ph  0-12=: 
99-92  B 

27. 

Chanteloube  7874 

  14-50 

7-17 

-=100-41  Damour. 

28. 

Bjorkskar,  Finl.  82-5 

1-0 

 13-2 

5-5 

-=102-z  Nordenskiold. 

*  llmeuic  acid  of  Herinann. 


Wollaston's  analysis  was  made  on  four  grains  of  the  original  specimen  in  the  British  Museum, 
sent  out  from  Conueoticut  by  G-overnor  Winthrop  to  Sir  Hans  Sloane. 

Pyr.,  etc. — Like  tantalite.  •  Yon  Kobell  stales  that  when  decomposed  by  fusion  with  caustic 
potash,  and  treated  with  muriatic  and  sulphuric  acids,  it  gives,  on  the  addition  of  zinc,  a  blue 
color  much  more  la.sting  than  with  tantalite;  and  the  variety  dianite,  when  similarly  treated,  gives, 
on  boiling  with  tin-foil,  and  dilution  with  its  volume  of  water,  a  sapphire-blue  fluid,  while,  with 
tautalite  and  ordinary  columbite,  the  metallic  acid  remains  undissolved.  The  variety  from  Had- 
dam,  Ct.,  is  partially  decomposed  when  the  powdered  mineral  is  evaporated  to  dryness  with  con- 
centrated sulphuric  acid,  its  color  is  changed  to  white,  light  gray,  or  yeUow,  and  when  boiled 
with  muriatic  acid  and  metallic  zinc  it  gives  a  beautiful  blue.  The  remarkably  pure  and  unaltered 
columbite  from  Arksut-fiord  in  Greenland  is  also  partially  decomposed  by  sulpburic  acid,  and  the 
product  gives  the  reaction  test  with  zinc,  as  above. 

Obs. — Occurs  at  Rabenstein.  Bavaria,  near  Zwiesel.  not  far  from  Bodenmais,  in  granite,  with 
iolite  and  magnetite;  at  Tirschenreuth,  Bavaria;  at  Tammela,  in  Finland;  at  Chanteloube,  near 
Limoges,  in  pegmatite  with  tantalite;  near  Miask,  in  the  Ilmen  Mts.,  with  samarskite;  at  Her- 
manskiir,  near  Bjorskiir,  in  Finland;  in  Greenland,  in  cryolite,  at  Evigtok,  in  brilhant  crystals; 
disseminated  through  or  among  the  wolfram  of  Auvergne,  and  detected  by  acting  with  aqua-regia, 
which  dissolves  the  wolfram  and  leaves  untouched  the  columbite  (Phipson,  Chem.  News,  1867, 
160);  at  Monte  Tideo.  S.  A. 

In  the  United  States,  at  Haddam,  2  m.  from  the  -village,  in  a  granite  vein,  some  of  the  crystals 
several  pounds  in  weight ;  also  at  the  chrysoberyl  locality,  but  not  now  accessible ;  also  at  the 
iolite  locahty,  Haddam;  near  Middletown,  in  the  "feldspar  "  or  "china-stone  quarry,"  with  albite, 
abundant  in  fine  crystals  some  very  farge ;  tigure  429  represents  one  f  in.  long ;  another,  de- 
scriijed  by  Professor  Johnston  (Am.  J.  Sci ,  xxx.  387),  weighed,  before  it  was  broken,  14  pounds; 
and  the  part  figured  about  6  in.  in  length  and  breadth,  weighed  6  lbs.  12  oz. ;  it  exhibits  the  faces 
i-i,  i-l,  /,  '<-3,  and  another  imperfect  plane,  which  appears  to  be  1-3.  At  Chesterfield, 
Mass.,  some  fine  crystals,  associated  with  blue  and  green  tourmalines  and  beryl,  in  a  vein  of 
aibitic  granite;  Acworth,  X.  H. ;  also  Beverly,  Mass. ;  Northtield,  Mass.,  with  beryl;  Plymoutli. 
N.  H.,  with  beryl;  Greenfield,  N.  Y.,  with  chrysoberyl. 

The  Connecticut  crystals  are  usually  rather  fragUe  from  partial  change ;  while  those  of  Green- 
laud  arc  very  firm  and  hard. 

The  occurrence  of  columbite  in  America  was  first  made  known  by  Mr.  Hatchett's  examination 
of  a  specimen  sent  by  Governor  Y^inthrop  to  Sir  Hans  Sloane,  then  President  of  the  Royal  Society, 
whicxi  was  labelled  as  found  at  Xeatneague.  Dr.  S.  L.  Mitchill  stated  (Med.  Repos.,  vol.  viii.)  that 
it  was  taken  at  a  spring  at  Xew  London,  Conn.  Xo  locality  has  since  been  detected  at  that  place. 
But  the  rediscovery  of  it  at  Haddam,  first  published  by  Dr.  Torrey  (Am.  J.  Sci.,  iv.  52),  and  since 
near  iliddletown,  aVmut  7  m.  distant,  has  led  to  the  belief  that  the  original  locality  was  at  one  of 
tliese  places,  which  are  about  3o  m.  W.  of  Xew  London. 

For  recent  papers  on  cryst.  see  Descl.,  Ann.  d.  M.,  Y.  viii.  395  ;  Schrauf,  Ber.  Ak.  Y'ien,  xliv. 
445.  1861;  Maskelyne,  Phil.  Mag.,  lY.  xxv.  41.  The  crystaUographic  identity  of  tlie  American 
mineral  with  the  Bavarian  was  first  shown  by  Dr.  J.  Torrey  (Ann.  Lyc.  X.  Y.,  i.  89.  1824). 

The  metal  of  columbite  was  named  columbium  by  Hatchett  in  1802,  from  Columbia,  a  name  of 
America,  whence  his  specimen  was  received,  and  thus  came  the  name  columbite  given  by  Jameson 
and  Thomson  (see  further  under  tantalite).  Rose,  after  investigating  the  metal  and  its  compounds, 
named  it  anew,  caUing  it  niobium,  and  this  gave  rise  to  the  name  niobiie.  Baitrde  is  Irom  the 
German  name  of  Bavaria.  Torrehte  Thomson,  named  after  Dr.  J.  Torrey,  is  the  ordinary  Middle- 
town  columbite:  and  Greenlandite  ^xeith..,  is  that  from  Greenland;  both  names  originated  partly 
111  eironeous  views  of  the  crystals  of  the  minerals.  Dianite  is  the  Bodenmais  columbite,  in  which 
V.  Kobell  supposed  he  had  discovered  the  acid  of  a  new  metal,  which  he  called  dtardum. 

Xo  good  reason  has  been  given  for  substituting  niobium  for  columbium ;  and  yet  most  English 
chemists,  as  well  as  European,  have  thus  far  followed  Rose  in  rejecting  the  name  given  by  the 
Enghsli  discoverer.    The  rule  of  priority  demands  recognition. 


475.  TAPIOLITE.    Tapiolit  A.  E.  Nordemliold,  (Efv.  Ak.  Stockh.,  443,  1863.    Tantalite  (fi 
Sukula)  Arppe,  Act.  Soc.  Sci.  Fenn.,  vi.  590,  1861. 
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Tetrao'onal.  6>  A  l-^=147°  T' ;  «  =  0'6464.  lAl  in  same  pyramid 
123°  iVover  base  8i°  52' ;  6>  A  1  =  137°  3i' ;  1  A  1-^  =  151°  3U'.  Cleavage 
indistinct. 

H.  =  6.  Ct.=i:T-35— 7*37,  Xord.  ;  7-17— 7*36,  Arppe.  Lustre  strong 
adamantine,  approaching  metallic.    Color  pm'e  black. 

Comp.— Fe^fa*=Tautalic  acid  S3-1,  protosyd  of  iron  16-9  =  100.  Analyses  :  1,  Arppe  (1.  c.) ; 
2,  Nordenskiold  (1.  c.) : 

fa         Sn  Fe 


1.  Sukula       (1)83-18  0-82 

2.  ••  (I)  83-i)6  1-07 


15*7  7  =  99 '7  7  Arppe. 

15-7  8  =  90  01  Xordenskiold.    Tr.  of  W  T\-itli  Sn 


Pyr.,  etc. — B.B.  behaves  like  tautalite,  but  gives  no  reaction  for  manganese. 
Obs. — Occurs  near  the  Kulmala  farm,  in  the  village  of  Sukula,  in  the  parish  of  Tammela,  Fin- 
land, in  white  pegmatyte  granite,  with  berj^l,  tourmaline,  and  arsenopyrite. 
Named  from  an  ancient  Finnish  divinity. 

476.  HIELMITE.    Hjelmit  A.  E.  Xordenskiold,  Pogg,  cxi.  286,  1860. 

Crystallization  indistinct.    Massive,  without  apparent  cleavage. 
H.  =  5.    G.  =  5'82.    Lustre  metallic.    Color  pure  black.   Streak  gravish- 
black.    Fracture  granular. 

Comp. — A  stanno-tantalate  of  iron,  uranium,  and  yttria.    Analysis  :  N'ordenskiold  (1.  c.)  : 

fa    Sn,  1V  Cu      U      Fe     Mn     Ce      Y     Mg      Oa  H 
62-42    6-56    010    4-87    8-06    3  32    1-07    5  19    0  26    4-2n     3-26  =  99-37. 

P-yr.,  etc. — In  the  closed  tube  decrepitates  and  yields  water.  B.B.  infusible,  but  turns  brown 
in  O.F.  Wirli^salt  of  phosphorus  easily  dissolved  to  a  bluish-green  glass.  With  borax  dissolves 
to  a  clear  olass.  which  remains  unchanged  ou  flaming.  With  soda  on  charcoal  gives  metallic 
spangles  i  Xordenskiold). 

Obs. — From  the  Kararfvet  mine,  near  Fahlun,  Sweden,  along  with  garnet,  pyrophysahte.  gado- 
linite,  asphaltum,  in  a  pegmatyte  granite. 


477.  YT-TROTANTALITE.    Yttrotantal  Ekeberg,  Ak.  H.  Stockh.,  xxiii.  SO,  1802.  Tantale 
oxide  yttrifere  K,  Tr.,  1822.    Yttroilmenit  Berm.,  J.  pr.  Ch.,  xxxviii.  119,  1846. 


43: 


dal  to  granular. 


/2 


/2 


Orthorhombic.  7  A  7=123°  10' ;  0  A  2-1=103°  26'  ;a:h:  c=2-093i  :  1  : 
1"S1:S2.  Observed  planes  :  0  ;  yertical,  /-I,  7,  z-2,  2-2, 
?-5  ;  domes,  l-i,  2-1,  0  A  1-1=131°  26',  i-i  A  l-z=13S° 
34',  ^■-^A7=llS°  25',  A  ^'-2=137°  16',  i-l  A  i-2  = 
105°  9',  i-2A  i-2,  ov.  w.  =  94°  32',  {-2  A  i-l,  adi..= 
119°  42',  i-i  A  f  5  =  15ir  43'.  Crystals  often  tabular 
parallel  to  i-i.    Also  massive  ;  amorphous, 

H.  =  5  —  5*5.  Ct,  =  5*4— 5*9.  Lustre  submetallic 
to  vitreous  and  greasy.  Color  black,  brown,  brown- 
ish-vellow,  straw-yellow.  Streak  gray  to  colorless. 
Opacpie  to  subtranslucent.    Fracture  small  couchoi- 


Ytterbv. 


Var. — 1.  The  black  yttrotantahte.  of  Ytterbv,  is  iron-black,  sub- 
metallic  in  lustre,  and  has  &.  =  j-305,  Berz. ;  5-67,  Peretz;  after  ignition  6-40,  Peretz;  'I-09,  Xor- 
denskiold.   Often  in  crystals. 

2.  The  yelloiv  of  Ytterby  is  amorphous  or  indistinctly  crystallized,  and  has  G.  =  5-882,  Ekeberg; 
5-458,  Chandler ;  after  ignition,  6*40,  Peretz;  5-845,  Chandler.  3.  The  yellovj  from  Kararfvet 
has  Gr.  =  o'64i»,  Chydenius.    Tliis  variety  contains  much  uranium. 


620 


OXTGEX  co:MrorxDS. 


Hermann  calls  the  mineral  of  anal.  5,  6,  7,  yiiroianialiie,  and  that  of  his  own  analysis  yttwibne- 
niie,  giving  G.=r4-88. 

Comp. — Tantalate  of  yttria  and  lime,  or  yitria,  lime,  and  iron,  with  some  protoxyd  of  uranium ; 
(Y,  Fe,  Ca,  U)'°f  a^=r,  if  Y  :  Ca  :  Fe  :  U  =  6  :  2  :  1  :  1,  Tantalic  acid  62-5,  yttria  22-G,  lime  5-2,  prot- 
oxyd  of  iron  B-4,  prot.  uranium  6  3=100.  Analyses:  1-4,  Berzelius  (Afhandl.,  iv.  2G8,  272, 
Schw.  J.,  xvi.  451);  5,  Peretz  (Pogg.,  Ixxii.  155 1 ;  5  A.  same,  with  4-86  H,  the  mean  loss  by 
ignition  (Eamra.  Min.  Ch.,  4(J0);  6,  Chandler  (Inaug.  Dissert.);  7,  Potyka  (Inaug.  Dissert);  8, 
Xordenskiold  (Pogg.,  cxi.  280);  9,  J.  J.  Chydenius  (ib.,  284);  10-12,  Hermann  (Bull,  Soc.  Xat. 
Mosc.,  xxxviii.  358) : 


1.  Ytterby,  yelli 
2. 

3.  ' 
4. 

5.  ' 
5A.  • 
6. 


black 
hnh.-bk. 

Hack 


yellow 
Hack 


Ta  W 
60-12  1-04 
59-50  1-25 

57-  00  8-25 
51-82  2-59 

58-  65  0-t^O 
55-80  0-57 
57-27  1-85 

55-  60  0-49 

56-  56  3-87 


Sn  U  Y  Fe 
 ^  6-62  29-78  3Fe  1-16 


0-10 
0-10 


"  3-23  29-90 
"  0-50  20-25 
"  ]  11  38-52 
"  3-94  21-25 
3-75  20-22 
5-10  18-64 
7-(iO  25-52 
0-82  19-56 


Ca  Cu  H 

0-50  

3-29   

6-  25  

3-26  

7-  55  0-40 
7-18  0-40 

4-82  0-75  4-78  0-69  6  00  =  100  ChandL 

0  77  0-19  3-tiO  0-43  4-11=99  67  Pot. 

8-90  4--7  ir.   6-68  =  100-66  N. 


2-  72 

3-  50 
0-55 
6-29 
5-96 


1  40 
1-33 


 =99  22  Berz. 

 =99-89  Berz. 

 =95-75  Berz. 

 =97-85  Berz. 

 =100  08  Per. 

4-86  =  10o-(»7  Per. 


9.  Kararfvet,  Z/mf/'w  56  44 


ZnO-42     1-19  30-43  3-27 


2  -^7  0-27  4-83  =  99-12  Chvd. 


Ta^    Cb^     Ti    Th  U 

10.  Ytterby       61-33      1-50    5-64 

11.  "  57-81       5-00    1-87 

12.  "       31-29  23-80  3-00  2-83  3  01 

*  Hermann's  ilmenic  acid. 


Y  (Ce,La,Di)  Fe    Mn  Mg  Ca  H 

19-74      ir.         8-06  1  00    2-08  1-66=101-01  H. 

18-30      2-27      13-61  0-33    0*50   =10(r59  H. 

21-03      2-48      11-07  0-26  0-80   =99-57  H. 

^  Niobous  acid  of  Hermann. 


Blomstrand  has  found  16  p.  c.  of  columbic  acid  in  the  yeUow  yttrotantalite ;  he  regards  Her- 
mann's ilmenic  acid  as  having  no  existence.  ^larignac  confirms  this  statement,  and  has  shown 
ilmenic  acid  (G.  3*8)  to  be  columbic  acid  mixed  with  titanic  acid,  while  his  "niobic  "  acid  (G-.  =  5} 
contained  tantalic  acid.    In  anal.  1,  2,  4-64  p.  c.  of  H  were  found,  and  Iq  3,  5-43. 

Pyr.,  etc. — In  the  closed  tube  yields  water,  the  black  varieties  turn  yeUow.  On  intense  igni- 
tion both  varieties  become  white  and  give  off  traces  of  fluorine.  B.B.  infusible.  With  salt  of 
phosphorus  dissolves  with  at  first  a  separation  of  a  white  skeleton  of  tantalic  acid,  which  with  a 
strong  heat  is  also  dissolved  ;  the  black  variety  from  Ytterby  gives  a  glass  faintly  tinted  rose-red 
from  the  presence  of  tungstic  acid ;  the  dark  and  yellow  varieties  give  a  faint  green  bead  ou 
cooling,  due  to  the  presence  of  uranium.  The  mineral  from  Finbo  and  Kararfvet  gives  an  iron 
glass.  "With  soda  reacts  for  manganese.  With  soda  and  borax  on  charcoal  gives  traces  of  metal- 
lic tin  (Berzelius).  Xot  decomposed  by  acids.  Decomposed  ou  fusion  with  bisulphate  of  potash, 
and  when  the  product  is  boiled  with  muriatic  acid  metallic  zinc  gives  a  pale  blue  color  to  the  solu- 
tion which  soon  fades. 

Obs. — Occurs  in  Sweden  at  Ytterby,  near  Yaxholm,  in  red  feldspar ;  at  the  Kararfvet  mine, 
and  at  Finbo  and  Broddbo,  near  Fahluu,  imbedded  in  quartz  and  albite,  associated  with  garnet, 
mica,  and  pyrophysalite. 

On  cryst."^see  A.  E.  Nordenskiuld,  CEfv.  Ak.  Stockh.,  1860,  28,  cited  in  Pogg.,  cxi.  280,  and  J. 
pr.  Ch.,  Lxxxi.  193. 

The  name  yitroiantal He  alludes  to  the  composition.  Ytiroilmeniie  was  given  to  a  variety  by 
Hermann  upon  the  discovery  in  it  of  his  supposed  new  metal  ilmenium. 


478.  SAMARSKITE.  Uranotantal  H.  Rose,  Pogg.,  xlviii.  555,  1839.  Samarskit  E.  Rose, 
Pogg.,  Ixxi.  157,  1847.  Uranoniobit  H.  Rose,  Pogg.,  Ixxi.  166,  1847.  Yttroilmenit  Herm., 
xlii.  129,  1847,  J.  pr.  Ch.,  xliv.  216,  1848. 

Orthorhombic.  Angle  of  prism  135°  to  13G°  (whence  /  A  7=:=100° 
40'  to  101°  40',  near  that  of  cohimbite).    Usually  in  flattened  grains. 

H.=5-5-6.  G.  =  5-614— 5-75  ;  5-45-5-69,  ISWli  Carolina.  Lustre  of 
surface  of  fracture  shining  and  submetallic.  Color  velvet  black.  Streak 
dark  reddish-brown.    Opaque.    Fracture  subconclioidal. 

Comp. — Analyses:  1,  2,  3,  Peretz,  under  the  direction  of  Rose  (Pogg.,  Ixxi.  157);  4,  Chandler 
(Inaug.  Dissert. j;  5,  Hermann  (J.  pr.  Ch.,  1.  178j;  6,  T.  S.  Hunt  (Am.  J.  Sci.,  II.  xiv.  341) : 
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Cb    W  U(U?)  Fe       Y  :\rg  Ca,  Mn 

1.  Minsk  56-.38  U-16  15-4?.  9  15  0*80    0-92=9G-S4  Peretz. 

2.  "  5G-00  16-70  15-90  11  04  0-75    l-02rrl01 41  Peretz. 

3.  55-91  16  77  15-94  8-:^6  0-75    1-8S  =  99-6I  Peretz. 

4.  "  55-10  0-43    19-22  15-05  4  91  0-26    1 -Qo,  Sn  0  26,  Cu  0-07  =  96-85  Chandler. 

5.  "  56-36  U16-63  8-87  13-2H  0-50.  Ce.  La  2-S5,  Mn  1-20,  igi).  0-33  =  l0u  03  IL 

6.  N.  Carolina  54-81  "  17-03  14-07  ll'll,  Ce,  La  3-95,  ign.  0-24=101-21  Hunt. 

Later  Finkener  and  Stephans  have  obtained  from  the  Miask  mineral  (H.  Rose  in  Yerh.  Min. 
H.  Pet.,  1863,  13): 

Cb      W       U      Zr     Sn     Th      Fe     Mn     Cu     Ce       Y      Mg     Ca  H 

47-47    1-36    11-60   4-?,5    0  5      6-n5    11-02    0-96    0-25    3-31    12-61    0-14   0-73  0-4')  =  100-55 

50-17        11-08   4-25    0-63    5-55    10-55    1*60                  15-90         0-04   0-64  0-40=100-82. 

Giving  for  the  0.  ratio  between  the  Cb  [H-AV]  and  the  other  mgredients  9-49  :  9-65  =  1  :  1, 
whence  the  general  formula  (R^,  if,  R^)^  Cb^. 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  glows  like  gadolinite,  cracks  open,  and  turna 
black,  and  is  of  diminished  density.    B.B.  fuses  on  the  edges  to  a  black  glass.    With  borax  in 

0.  F.  gives  a  yellowish-green  to  red  bead,  in  R.F.  a  yellow  to  greenish-bigck,  which  on  flaming 
becomes  opaque  and  yellownsh-brown.  With  .s;alt  of  phosphorus  in  both  flames  an  emerald- 
green  bead.  With  soda  yields  a  manganese  reaction.  Decomposed  on  fusion  with  bisulphate 
of  potash,  yielding  a  yellow  mass  which  on  treatment  with  dilute  muriatic  acid  separates  white 
tantahc  acid,  and  on  boiling  with  metallic  zinc  gives  a  tine  blue  color.  S:miarskiie  in  powder  is 
also  sufficiently  decomposed  on  boiling  with  concentrated  sulphuric  acid  to  give  the  blue  reduc- 
tion test  when  the  acid  fluid  is  treated  with  metallic  zinc  or  tin. 

Obs. — Uranotautalite  occurs  in  reddish-brown  feldspar,  with  crystallized  asschynite.  in  the 
Ilmen  mountains,  near  Miask  in  the  Ural.  The  largest  pieces  met  with  were  of  the  size  of 
hazel-nuts. 

If  the  occurring  prism  of  Samarskite  is  ^-3  instead  of  i-2  (as  in  mengite),  then  I A  /  becomes 
100'  57  to  102-  20  . 
Named  after  the  Russian,  v.  Samarskl 

479.  EUXENITE.    Euxenit  Sclieerer,  Fogg.,  L  149,  1840,  Ixxii.  566. 

Ortliorhombic.  Form  a  rectangular  prism  (^-^,  i-i)  with  lateral  edges 
replaced  bv  /,  and  a  pyramid  at  snmmit,  also  with  a  niacrodome  vi-i. 
I A  /=126°,  i-l  A  7)1-1=104:°  30',  ^-^  A  pyramids:  107°,  Dahl  ;  I A  1=120°  i, 
i-l  A  7n-l=lDS° ,  i-i  A  m-i=12^°,  ^-^  A  pYr,=rl36°,  Greg;  prism  of  141°, 
macrodome  of  59°  15',  Breith.    Cleavage  none.    Commonly  massiv^e. 

H.  =  6'5.  G.=4:"60,  Jolster,  Sclieerer;  -I'TS—i'TG,  Tvedeiistrand,  id. ; 
tl:-94:-4-99,  ib.,  Breith.  ;  4-S9-4-99,  Alve,  Forbes  ;  4-9(3,  Chydenins. 
Lustre  brilliant,  metallic-vitreous,  or  somewhat  greasy.  Color  brownish- 
black  ;  in  thin  splinters  a  reddish-brown  translucence  lighter  than  the 
streak.  Streak-powder  j^ellowish  to  reddish-brown.  Fracture  siibcon- 
choidal. 

Oomp. — A  columbo-tantalate.  containing  titanic  acid,  yttrium,  and  uranium.  0  ratio  for  Ti, 
Cb+Ta=  (from  mean  of  anal.  3,  4)  8  :  ti  :  7  ;  and  if  the  titanic  is  basic,  the  ratio  for  the  bases  v.nl 
Cb  +  Ta  is  2  :  1,  which  would  give  the  formula  (R^,  tif  (Ob,  f  a).  If  Ti  is  acid,  the  ratio  is  8  :  13. 
Hermann  makes  it  isom.orphous  and  similar  in  formula  with  aeschyuite.  Analyses :  1.  Scheerer 
1.  c);  3.  Forb(»  it  Dahl  tEd.  N.  Phil.  J.,  II.  1.  62);  4,  Strecker  (J.  pr.  Ch.,  Lsiv.  384;;  0,  Cliy- 
deuius  (Bull.  Soc.  Ch.,  vi.  434,  lb66)  : 

Cb,  ta    Ti  Al    U     Fe     Ce    La     Y  Mg  Ca  H 

1.  Jolster  49-66    7-94           6-34           2-18  0  96  l'5-09  0  29  2-47  3  97  Scheerer. 

2.  Tvedenstrand       53-64    7-58  2-(i0      2-91      28-97      4-04  =  99-74  Scheerer. 

3.  Alve  38-58  14-36  3-12  5-22  Vds  3-31    29-36  0-19  1-37  2-88=  1 OU-37  F.  &  D. 

4.  Tromoen        37-16  16-26           8-45  3-03         •vh-46    5-25  2-68  =  100-39  Strecker. 

5.  Areudal  54-28   Th  6-28     34-58    2-60=97*74  Chydenius. 
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The  Jolster  euxenite  contains  tlie  most  titanic  acid;  yet  Scheerer  does  not  doubt  the  Identitj 
of  the  two  minerals. 

Chydcnius  has  shown  that  the  mineral  contains  thoria,  and  only  traces  of  oxyd  of  cerium. 
Mari<iuac  (Bib.  Vniv.,  xxv.  29,  1866)  found  52-28  of  metallic  acid,  consisting  of  about  32-5  p.  c.  of 
Ob  aud  29-7  of  titanic,  the  ratio  of  the  two  being  stated  at  268  :  243. 

Pyr.,  etc. — B.B.  infusible.  Dissolves  in  borax  and  salt  of  phosphorus,  giving  a  yellow  bead 
while  hot:  witli  salt  of  phosphorus  shows  a  yellownsh-green  (uranium  reaction)  on  cooling,  if  suf- 
ficiently saturated  (Scheerer).  When  decomposed  by  fusion  with  caustic  potash,  and  subsequently 
treated  with  water,  and  this  solution  neutralized  with  muriatic  acid,  it  gives  a  precipitate,  which, 
boiled  with  concentrated  muriatic  acid  and  tin-foil,  gives  a  clear  sapphire-blue  fluid,  which  changes 
to  an  flive-green,  and  finally  bleaches.  If  the  residue  of  the  fusion  after  leaching  is  treated  with 
muriatic  acid  and  boiled  with  tin-foil,  it  yields  on  dilution  a  pale  rose-red  color  (v.  Kobeil). 
The  mineral  is  sufliciently  attacked,  on  evaporation  with  sulphuric  acid,  to  give  a  whitish  residue, 
which,  treated  with  metallic  zinc  or  tin,  affords  the  characteristic  blue  reduction  test. 

Obs. — Occurs  at  J>»lster  in  Norway,  imbedded  in  feldspar  and  sometimes  in  scaly  mica,  the 
kirgest  crystals  2  in.  long  and  ^  in.  wide,  but  usually  much  smaller;  also  near  Tvedenstrand ;  at 
Alve,  island  of  Tromoen,  near  Arendal;  at  Moretjar.  near  Naskilen. 

Named  by  Scheerer  from  eiiiefoi,  a  stranger,  in  allusion  to  the  rarity  of  its  occurrence. 


480.  .ffiSCHYNITE.    JEschy nit  Berz.,  Jahresb.,  ix.  195,  1828. 

Orthorhombic.   I A  7=91°  34^',  0  A  1-2  =  145°  18'.  Kokscharof ;  a  :  h  :  c 
==0*69244:  1  :  1'02T9.    Observed  planes  :  6^  (not  common) ;  vertical,  ^^'-2, /, 
i-i;  bracliydome,  2-t ;  octahedral,  1-2.  Crystals  usually  long 
prismatic  and  striated.     Cleavage  :  i-l  in  traces,  or  none  ; 
none  observable  according:  to  Kokscliarof. 
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1 2 


^•-2  A^-2=128°  6' 

1-  2  A  i-i=116  57 

lAi-l  =  lS4:  1?4 

2-  t  A  2-2,  top,  =  73  10 


2-t  A  ^'-2=143°  25' 

1-2  A  1-2,  adj.,  =  136  56i 

1-  2  A  1-2  =  146  60 

2-  1  A  1-5  =  128  16 


H.  =  5-6.  G.=4-9-5-14;  5'118,  Miask,  Kokscliarof. 
Lusti-e  submetallic — resinous,  nearly  dull.  Color  nearly 
black,  inclining  to  brownish-yellow  when  translucent. 
Streak  gray,  or  yellowish-brown,  almost  black.  Subtrans- 
lucent — opaque.    -Fracture  small  subconchoidal. 

Comp. — Doubtful.    The  mineral  described  by  Berzelius  and  analyzed  by 
IlartwaU  diflers  much  in  the  pyrognostic  and  other  characters  given  from 
that  from  the  same  locality  investigated  by  Hermann,  and  the  identity  of  the 
two  is  not  yet  certain.    Scheerer  found  no  zirconia.    Analyses:  1,  Hartwall  (Pogg.,  xvii.  48.'!, 
Jahresb.,  ix.  195);  2-4,  Hermann  (J.  pr.  Cli.,  xxxi.  89,  xxxvii.  116,  1.  170,  Ixviii.  97  i;  5,  id.  (Bull. 


Soc.  Nat. 
1866): 


Moscou,  xxxviii.  472,  J.  pr.  Ch.,  xeix.  288);  6,  id.  (Bull.  Soc.  Nat.  Moscou,  xxxix. 


fa.Cb 

Ti  Zr 

Sn 

Th 

Fe 

Ce 

La 

Y 

Ca 

H 

1. 

56-0  20-0 

0-5 

15-0 

3-8 

 ,Fe  2-6  =  97-9  H. 

2. 

38-39 

1  1-94?  17  n2 

17-65 

2-48 

4-76 

9-35 

2-40 

1-56=101-05  Herm. 

3. 

3rr05 

lO'oG?  17-58 

4-32 

15-59 

1 1-13 

4-62 

1-66  =  100-51  Herm. 

4. 

33-20 

25-90   

5-45 

22-20 

5-12 

6-:^2 

1-28 

l-20=10()-57  Herm. 

5. 

32-3«ta 

15-05   

22-91 

600 

15-96'= 

5-30 

1-50 

l-70  =  10(>-72  Herm. 

6. 

3o-59b 

16-12   

22-57 

5-5S 

14-36<= 

4-30 

2-16 

l-50=l0()-]8  Herm. 

a  Made  29  00  ilraciiic  acid  (or,  later,  12-28  ilmenic.  and  16-72  ilmenous  acid)  plus  8-30  niobous  acid, 
b  Made  3016  ilmenic  acid  plus  3  43  niobous  acid.  c  Ce  0,  La  0.  Di  O. 

Hermann's  analyses  afford  for  the.  0'.  ratio  of  bases,  Ti,  Cb+f  a  7-9:60:  8  2,  as  deduced  by 
him,  or  13-9  :  8-2  for  bases +  Ti,  and  Cb  +  fa.    His  ilmenic  acid  is  made  tantalic  and  columbic. 

Pyr.,  etc. — In  the  open  tube  yields  water  and  traces  of  fluorine.  B.B.  in  the  forceps  swells 
up  and  changes  its  color  from  black  to  a  rusty  brown.    In  borax  dissolves  easily  in  O.F.,  gi-vlEg 
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a  yellow  bead  while  hot.  and  on  cooliiisi'  l)ccomc.s  colorless ;  in  E.F.  with  tin  .civcs  a  blood-rcd 
bead.  More  difficultly  soluble  in  salt  of  jjliosphorus ;  with  a  small  amount  of  llie  assay  g-ives  a 
colorless  ))ead,  while  with  a  larger  quantily  there  scjjarates  a  white  substance  w  hich  clouds  tJio 
bead:  in  K.F..  witli  tin  on  charcoal,  yields  an  ametliystine  glass  (Berzclius).  D  ■c()iii;)Oscd  on 
fusion  witli  potash;  yields  rcactionr  siindar  to  those  mentioned  under  euxciiite  (v.  Kobeilj.  It  is 
also  sufficiently  decomposed  by  sul])hurn;  acid  to  show  the  reduction  lest  witli  zinc. 

Obs. — From  Miask  in  the  llinen  Alts.,  in  feldsjjar  with  mica  and  zircon;  also  with  euolase  iu 
the  gold  sands  of  '•Kaufmann's  Bakakiii,"  in  the  Orenburg-  District,  Southern  Ural. 

Named  from  ulrr  ^^vii),  shame,  hj  Berzeiins,  in  allusion  to  the  inability  of  chemical  science,  at  the 
time  of  its  discovery,  to  separate  the  two  unlike  substances,  titanic  acid  and  zirconia. 

On  cryst.  see  Brooke,  Phil.  Mag.,  x.  188  ;  Rose,  Reis.  Ural.,  ii.  70;  Descloizeaux.  Ann.  d.  M. 
IT  ii.  ;-;4!»;  Kokscharof,  Min.  Russl.,  iii.  ;!84,  iv.  53,  100,  Rose  made  i-2  A  i-2=\'n '  lO  .  and 
2-<  2-1  =  1'.i°  44',  which  he  says  are  approximations  onl}^,  the  faces  being  rough.  Fig.  4:jLi  is  hy 
Rose. 


481.  POLYCRASE.    Polykras  Schecrer,  Fogg.,  Ixii.  430,  1844. 

Orthorliombic.  I A  I=9d%  O  A  l-z  =  13J:°  15' ;  a  :  h  : 
c=l'U2655  :  1  :  1'0913.  Observed  planes  as  in  tlie  figure. 
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0  A  2-z=118°  0' 

0  A  1=::125  41^- 

0  A  1-3:=139  59 
1-3  A  1-3,  niac.,  =  96  40 
1-3  A  1-3,  bracli.,  =  152 


1  A  1,  mac,  =  112°  32' 
1  A  1,  bracli.,  =  10()  24 


140 


1-  l  A  i-3  =  160 

2-  1  A  '^'-^=152 


Crv.-^tals  thin  linear.    Cleavage  none. 

lL  =  5-5.  G.=:5-09-5-12.^  Lustre  bright.  Color  bhack  ; 
in  s}^linters  brownish.  Streak  grayish-brown.  Fracture 
conchoidal. 

Comp. — According  to  Scheerer,  contains  cohimbic  acid,  oxyd  of  uranium,  titanic  acid,  zirconia, 
oxyd  of  iron,  yttria,  and  protoxyd  of  cerium,  with  a  little  alumina,  and  traces  of  lime  imd  magnesia. 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  and  gives  traces  of  water.  B.B.  in  the  forceps 
glows,  and  turns  to  a  light  grayish-brown  color,  but  is  infusible.  Soluble  in  borax,  giving  in 
b.F.  a  clear  yellow  bead,  which  in  R.F.  with  tin  turns  brown.  In  salt  of  phosphorus  gives  a 
clear  yellow  glass,  which  on  cooling  is  greenish  ;  in  R.F.  the  color  becomes  darker.  With  soda  no 
reaction  for  manganese,  and  on  charcoal  no  metallic  particles.  Decomposed  by  evaporation  with 
concentrated  sulphuric  acid;  the  product,  treated  with  muriatic  acid,  gives  on  boiling  vvdth  me- 
tallic zinc  or  tin  a  deep  azure-blue  solution,  which  does  not  fade.  The  dilute  solution  gives  a 
deep  orange  to  turmeric  paper  (zirconia). 

Obs. — From  Hitteroe,  Norv/ay,  in  granite  with  gadolinite  and  orthite;  crystals  |  to  1^  in.  long; 
also  near  Dresden. 

Named  from  -       many,  and  Kpdm?,  mixture. 

N.  E.  M oiler  makes  the  so-caUed  polycrase  of  Brevig  certainly,  and  that  of  Hitteroe  probably, 
identical  with  polymignite  (J.  pr.  Ch.,  Ixix.  318).  Scheerer  mentions  a  prism  of  93"  32'  (B.  H. 
Ztg.,  xvii.  22j,  and  Breithaupt  one  of  59'  and  121°. 
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Orthorhombic.  7a  7=91°  44',  0  A  1-2=:144 
^'  \a\h:  6—0-7252  :  1  :  1-0308.  Observed  planes 

2-2. 

2-2  A  2-2,  mae.,r=13G°  28' 


Berzelius,  Ak.  H.  Stockh.,  338,  1824. 
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0;  l-i,  2-1,  4-2,  i-l ; 

O  A  1-2=144°  53' 
O  A  2-1=125  15 
O  A  2-2  =  121  49 
i-i  A  4-2  =  160  26 
i-l  A  2-2  =  111  46 


2-2  A  2-2,  brach.,  =  99  14 
2-2  A  2-2,  bas.,  =  116  22 
l-i  A  1-2,  ov.  6>,  =  109  46 
i-l  A  1-2=125  7 
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Cleavage :  i-i  and  0  in  traces.  Crystals  generally  slender  and  tliin,  and 
striated  longitudinally. 

II.  =  6-5.  G.=4-77— 4-85.  Lustre  submetallic  but  brilliant.  Color 
black.  Streak  dark  brown.  Opaque.  Fracture  perfect  conchoidal,  pre- 
senting, like  the  surface,  a  brilliancy  almost  metallic. 

Comp. — According  to  an  analysis  by  Berzelius  (Ak.  H.  Stockh.,  ii.  339,  1824),  in)perfect  be- 
cause of  the  difficult  separation  of  the  titanic  acid  and  zirconia : 

Ti  46-30    Zr  14-14    3Pe  12-20    Ca  4  20    Mn  2-70    ^e  5-00    Y  11-50=96  04, 

with  a  trace  of  potash,  magnesia,  silica,  and  oxyd  of  tin.  The  blowpipe  reactions  indicate  the 
probable  presence  also  of  columhic  or  tanialic  acid  as  au  essentiMl  constituent  (BrushV 

Pyr.,  etc. — B.B.  infusible,  and  unchanged  in  color.  With  borax  dissolves  readily,  giving  an 
iron  bead ;  with  more  of  the  assay  becomes  brownish-yellow  on  flaming,  and  opaque  on  cooling ; 
with  tin  in  R.F.  turns  reddish-yeUovv.  With  salt  of  phosphorus  not  easily  acted  upon,  gives  a 
reddish  tinge  in  R.F.,  which  is  unchanged  by  tin.  With  soda  shows  traces  of  manganese  (Ber- 
zehus).  The  powdered  Fredericksvarn  mineral,  heated  with  concentrated  snlphuric  acid,  gives 
a  whitish  residue,  which,  treated  with  muriatic  acid  and  tin-foil,  gives  a  beautiful  azure-blue  color, 
indicating,  as  under  polycrase,  the  presence  of  some  other  metallic  acid  in  addition  to  titanic, 
which  of  itself  gives  only  a  violet  color.  The  dilute  acid  solution  gives  with  turmeric  paper  the 
orange  color  characteristic  of  zirconia. 

Obs. — Occurs  at  Fredericksvarn  in  Norway,  imbedded  in  feldspar  and  zircon-syenite.  Its  crys- 
tals sometimes  exceed  an  inch  in  length.    Reported  by  Shepard  as  occurring  at  Beverly,  Mass. 

483.  FERGUSONITE.    Eaidinger,  Ed.  Phil.  Trans.,  x.  274,  1826. 

Tetragonal,  hemiliedral.  O  A  1-^=124°  20  ;  a  = 
1'464.  Observed  planes  as  in  the  annexed  figure. 
0  A  1  =  115°  46^  1  A  1  =  100°  64',  and  128°  28',  3-|  A 
3-1=91°  59',  ^'-f  A  3-1=169°  17\  Cleavage:  1,  in 
distinct  traces. 

H.  =  5-5-6.  G.  =  5'838,  Allan;  5*800,  Turner. 
Lustre  externally  dull,  on  the  fracture  brilliantly 
vitreous  and  submetallic.  Color  brownish-black  ;  in 
thin  scales  pale  liver-brown.  Streak  pale  brown. 
Subtranslucent — opaque.  Fracture  imperfect  con- 
choidal. 

Comp.,  Var.— Varies  much  in  composition,  according  to  the  anal- 
yses, like  other  columbium  minerals,  and  probably  as  a  result  of  alter- 
ation.   The  description  above  given  is  from  ( 1 )  the  Greenland  fergusonite 

2.  A  mineral  from  Ytterhy,  according  to  Nordenskiold,  is  very  similar  in  its  hemihedral  crystal- 
lization and  form,  but  contains  6  p.  c.  of  water  (anal.  8,  4)  ;  as  pyrochlore  is  sometimes  hydrous, 
this  peculiarity  may  be  one  of  the  effects  of  alteration.  It  has  an  imperfect  basal  cleavage  ;  a  vit- 
reous to  greasy  lustre  ;  a  dark  brown  color ;  H.  =  4-5;  G.  =  4"89;  and  is  feebly  subtranslucent. 

3.  Tyrite  Forbes  (Ed.  N.  Phil.  J.,  i.  67,  18^5,  and  Phil..  Mag..  IV.  xiii.  91)  occurs  in  square 
pyramidal  crystals  like  those  of  fergusonite,  and  sometimes  2  inches  long,  with  occasionally,  ac- 
cording to  Kenngott.  planes  corresponding  to  0.  1,  3,  'J,  and  hemihedral;  but  with  the  faces 
too  uneven  for  exact  measurement.  It  has  one  cleavage  distinct,  and  traces  of  two  others  ;  color 
brownish-black;  H.  =  6'5;  Gr.  =  5'l 3  — 5*56,  Forbes;  5  555.  Kenngott.  It  contains  water,  but 
approaches  fergusonite  in  composit'on  (anal.  5,  G).  It  is  from  Hampemyr  and  Helle,  near 
Arendal.  Norway,  and  the  crystals  often  stand  on  plates  of  black  mica. 

4.  A  mineral  from  the  Norwegian  locality  of  tyrite,  and  supposed  to  be  that  species  (the  speci- 
men having  been  sent  as  such  from  Krantz  to  H.  Pose),  has  been  analyzed  with  still  difl'erent 
results  by  J.  Potyka  'Pogg.,  cvii.  590).  he  linding  in  it  7  p.  c.  of  potash  (anal.  7).  It  was  an 
irregular  mass  imbedded  in  reddish  feldspar,  had  no  cleavage,  a  submetallic  lustre,  a  black  color, 
reddish-brown  at  the  edges  in  thin  splinters,  a  reddish-brown  streak,  and  H.=4,  Gr.=5*l-24. 

This  last  mineral,  the  tj^ite,  the  Ytterby  miueral,  and  fergusonite,  maybe  four  d'.stinct  species, 
but  it  doeti  not  appear  probable. 
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f).  Bragite  of  Forbes  and  Dahl,  from  Hclle,  Narcsto,  Alve,  and  Askero,  tTorway,  has  been  re- 
ferrei  to  ferp:usonite  by  J.  A.  Michaelsou  (J.  pr.  Ch.,  xc.  108).  F.  &  D.  describe  the  mineral  ns 
tetragonal,  with  H.  =  6  —  6  0  :  Gr.  =  5- 1 8— O  XjG  ;  color  brown  ;  streak  yellowish-brown  ;  lustre  sub- 
metallic  ;  thin  splinters  translucent;  and  as  losing-  water  when  heated;  but  infusible  B.B.,  and 
becoming  yellow;  and  as  atfor<liiig.  wltli  salt  of  phosphorus,  a  skeleton  of  silica  ;  characters  which 
suggest  a  relation  to  hydrous  or  altered  zircou,  where  it  is  placed  on  p.  276.  Michaelson's  min- 
eral is  gravish-brown,  has  H.=  l-5.  G.  — .')  40,  and  contains  no  silica  (anal.  8). 

AnalVses  :  1,  Hartwall  (Ak.  II.  Stoc!kh  ,  IfJ,  1828);  2.  Weber  (Fogg.,  cvii.  190);  3,  Nordens- 
kiold  (j.  pr.  Ch.,  Ixxxi.  200);  4,  Berzelius  (Afh.  i.  Fys.,  etc.,  iv.  26l).  Tyrite:  5,  6,  D.  Forbes 
(1.  c);  7,  Fotyka  (Fogg.,  cvii.  590;;  »,  Michaelsou  (1  c): 

Cb     \Y    gu    Zr     ;^1     Y       Ce    La    U    Fe     Oa  fi 

1.  areenland  47-75    1-00  3-0  >  4191    4-G8           0-95  0-31   =99-fi2  H. 

2.  "  48-84    0-;{5  G-9.5  38-61    8-()5   0-35  I'HS     =99-46  W. 

8.  Ytterby  46T.3      2-85   39-80    1*12  0-70  3-15  6'44=  100-39  N. 

4.  "  48-86       2-44   36-31    1-01  0*47  8-07  5-71=97-87  B 

5.  Hampemyr,  ^yr. 44-90    ir.   5-66  29  72    5  85    8-08  6-26  0-81  4-52  =  l(»0-25  F. 

6.  Helle,  "    44-48   tr.   2-78  3-55  27*83    0-68  1  47  5  99  2-11  1-68  4-66=10(»-l8  F. 

7.  Norway,        "    43-49  1-35  0-09  U-80           31-90    3  68          4*12  1-12  1-95  3  7 1,  K  7  23,  tb 

0-41,  Cu  O-35  =  lO0-2()  Pot. 

8.  ReWQ,  Bragite?    48-10    1-45           32-7l^7-43           4-95  1-37  1-82  1-03,  Mn  0-11. 

Mg  0-89,  l»b  0-09,  Mich. 


"Weber's  analysis  gives  for  the  0.  ratio  of  protoxyds,  zirconia  and  tin-oxyd,  and  columbic  acid, 
4-5:1:5;  and,  if  the  zirconia  is  basic,  for  bases  and  acid  nearly  1  :  \  =  {'&\Kf  '6h'\  The 
Ytterby  mineral  also  affords  very  closely  the  ratio  1:1;  tyrite  about  9:11;  Fotyka's  mineral 
9:9^,  or  very  nearly  1  :  1.  Whence  all,  the  water  disregarded,  may  perhaps  come  under  the 
above  general  formula. 

Blomstrand  finds  5  p.  c  tantalic  acid  in  the  Ytterby  mineral. 

Pyr.,  eto. — Fergusonite  from  Greenland  gives  in  the  closed  tube  a  little  water.  B.B.  infusible  ; 
on  charcoal  its  color  becomes  pale  yellow.  With  borax  dissolves  with,  difficulty,  giving  a  yellow 
bead  while  hot,  the  insoluble  portion  being  white  ;  the  saturated  bead  is  yellowish-red.  and  is 
made  opaque  by  flaming.  Slowly  dissolved  by  salt  of  phosphorus,  leaving  a  white  insoluble  resi- 
due ;  in  O.F.  the  bead  is  yellow,  while  in  R.F.  it  is  colorless,  or,  if  saturated,  slightly  reddish,  be- 
coming opaque  on  cooling;  treated  with  tin  the  bead  remains  uncolored,  while  the  insoluble  residue 
is  made  flesh-red.  Decomposed  by  soda  without  dissolving,  leaving  a  reddish  slag ;  with  soda  on 
charcoal  aflbrds  globules  of  metallic  tin  (Berzelius).  When  evaporated  with  sulphuric  acid  yields 
a  white  residue,  which,  treated  with  muriatic  acid  and  metallic  zinc^  gives  a  bluish-green  color, 
Tyrite  decrepitate^  and  yields  much  water  in  the  closed  tube  (Forbes). 

Obs. — Fergusonite  was  discovered  by  Giesecke,  near  Cape  Farewell  in  Greenland,  disseminated 
in  quartz,  and  named  after  Robert  Ferguson  of  Raith.  Also  found  at  Ytterby,  Sweden,  as  men- 
tioned above. 

Tyrite  is  associated  with  euxenite  at  Hampemyr  on  the  island  of  Tromoe,  and  Helle  on  the  main- 
land ;  at  Naiskul,  about  ten  miles  east  of  ArendaL 


484.  ADELPHOLITE.    Adelfolit  K  Nordenskiold,  Beskrifn.  Finl.  Min.,  1855,  Jahrb.  Min., 
313,  1858;  A.  E.  Nord.,  Fogg.,  cxxii.  615,  1864. 

Tetragonal.    Angles  undetermined. 

H.=3-5— 4-5.  G.  =  3-8.  Lustre  greasy.  Color  brownish-yellow  to  brown  and  black.  Streak 
white  or  yellowish-white.  Subtranslucent. 

A  columbate  of  iron  and  manganese,  containing  41-8  p.  c.  of  metallic  acids,  and  9-7  p.  c.  of 
water.    From  Laurinmaki  in  Tammela,  Finland,  with  columbite. 


485.  MENGITE.    Hmenite  BrooU  Phil.  Mag.,  x.  187,  1831.    Mengit  G.  Bose,  Reis.  Ural,  il 

83,  1842, 

Orthorliombic.  /A  7=100°  28',  0  A  1-1=133°  42';  a'.h:  c=l'0463  : 
1  :  1-2071. 
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437  0  A  1-5  =  136°  50'  i-l  A  i-l,  adj.,  =  136°  20' 

/A  ^-^  =  140  14  1-5  A  1-5,  mac,  =  151  26 

i-l  A  ^-3  =  lll  50  1-5  A  1-5,  bracli.,  =  101  10 

Occurs  in  short  prisms,  often  terminated  by  four- 
sided  pyramids.    Ko  distinct  cleavage. 

H.  =  5  — 5*5.  G.  =  5-48.  Lustre  submetallic, 
splendent,  of  surface  of  fracture  subvitreous.  Color 
iron-black.  Streak  cliestnut-brown.  Fracture  un- 
even. 

Comp. — Contains,  according  to  G.  Rose  (1.  c).  zirconia,  oxyd  of  iron,  and  titanic  acid. 

Pyr.,  etc. — B.B  infusible,  but  becomes  magnetic.  With  salt  of  phosphorus,  in  the  outer  flame, 
^ives  a  greenish-yellow  clear  glass ;  in  the  inner  a  yellowish-red,  which  is  made  deep  red  by  add- 
ing tin.    With  soda  a  manganese  reaction. 

Obs. — Occurs  in  granite  veins  in  the  Ilmen  mountains.  The  crystals  are  imbedded  in  albite, 
and  the  largest  are  but  two  or  three  hues  long. 

Brooke's  name  llmtnita  being  preocc\ipied,  Rose  changed  it  to  Mengite^  after  Menge,  the  discov- 
erer of  the  mineral.    The  mengite  of  Brooke  is  monazite. 

486.  RUTHERFORDITE.    Shepard,  Am.  Assoc.,  iv.  312,  1851,  Am.  J.  Sci.,  II.  xii.  209. 

Monoelinic,  with  I A  /=.93°,  according  to  Shepard.  In  crystals  and 
grains,  without  cleavage. 

H.=5'5,  Hunt.  G.  =  5'58  — 5*69,  Shepard  ;  5*55,  Hunt.  Lustre  of  frac- 
ture shining  vitreo-resinous,  and  color  blackish-brown.  Opaque,  but  thin 
fragments  translucent  and  smoky  orange-brown  by  transmitted  light. 
Streak  and  powder  yellowish-brown,  near  fawn-color.  Fracture  cnnchoi- 
dal.  Brittle. 

Comp. — According  to  Shepard,  contains  titanic  acid,  oxyd  of  cerium,  and  possibly  oxyd  of 
uranium  and  yttria.  According  to  some  unfinished  trials  by  T.  S.  Hunt  (Am.  J.  Sci.,  II.  xiv.  344), 
it  contains  probably  58'5  p.  c.  or  more  of  titanic  acid,  with  10  p.  c.  of  lime,  with  other  ingredients 
undetermined. 

Obs. — Occurs  at  the  gold  mines  of  Rutherford  Co.,  North  Carolina,  along  with  rutUe,  brookite, 
zircon,  and  monazite. 


3.  PHOSPHATES,  AESENATES,  ANTIMONATES,  XITPATES. 
A.  PHOSPHATES,  ARSENATES,  ANTIMONATES. 

In  the  anhydrous  Phosphates  and  Arsenates  the  hardness  is  from  3  to  6 ; 
colors  various,  comprising,  besides  white  or  colorless,  shades  of  green, 
yellow,  blue,  brown,  violet,  black,  several  of  them  bright ;  crystalline 
forms  of  each  of  the  systems,  except  the  isometric.  The  hydrous  species 
have  a  still  wider  range  of  crystallization  and  colors,  including  the  isometric 
system  in  the  former,  and  reddish  shades  among  the  latter;  while  the 
limits  of  hardness  are  lower,  being  between  1  and  5  ;  a  much  larger  pro- 
portion of  the  species  are  clinohedral.  In  composition,  the  oxygen  ratio 
tor  bases  and  acid  which  is  far  the  most  common,  is  3  :  5 ;  next  to  this. 


AI^HYDROTJS  PHOSPHATES  AXD  ARSENATES. 


527 


0:5;  the  ratios  2  :  3,  4  :  5,  3  :  2  are  rare ;  while  1  :  1  is  unknown,  except 
problematical! J  in  two  or  three  species  of  doubtful  composition. 

The  pyrognostic  reactions  for  phosphates  B.B.  are  the  following:  If  the  acid  is  combined  with 
a  base  which  of  itself  imparts  no  color  to  the  flame,  it  will  give  a  characteristic  bluish-green 
color,  and  this  may  be  made  more  intense  by  moistening  with  sulphuric  acid  before  ignition.  If 
the  phosphate  is  soluble  in  nitric  acid,  the  dilute  solution  will  give  with  acetate  of  lead  a  white 
precipitate,  which  after  washing  yields  B.B.  on  charcoal  in  R.F.  a  crystalline  polyhedral  bead  of 
phospliate  of  lead.  Further,  according  to  Biinsen,  if  a  phosphate,  or  a  substance  containing  but 
a  small  amou'.it  of  pliosphoric  acid,  be  heated  in  a  wide  closed  glass  tube,  with  three  parts  of  dry 
soda  and  a  saiall  fragment  of  sodium,  it  is  on  fusion  converted  into  a  phosphid,  which  after 
cooling  yields  phosphuretted  hydrogen  when  moistened  with  water.  Most  phosphates  in  the 
state  of  powder  are  reduced  to  phosphids  by  simple  fusion  with  sodium. 

Arsenates  are  easily  recognized  by  the  alliaceous  odor  given  when  treated  on  charcoal,  especially 
when  fused  with  soda. 


I.  ANHYDROUS. 

ARRANGE^tEXT  OF  THE  SPECIES. 

I.  XENOTIME  GROUP.    0.  ratio  for  bases  and  acid  3  :  5.    Crystalhzation  tetragonal. 

490.  Xexotime  Y^P  (POj.iOe  l^a 

491.  Ceyftolite  Ce'P  (PO),|ie6  |ee3 

II.  APATITE  GROUP.    Oxygen  ratio  for  bases  and  acid  3  :  5,  but  with  the  addition  of  a 

tiuorid  or  chlorid,  which,  if  included  with  the  bases,  makes  the  ratio  10  :  15  =  2  :  3. 
Crystallization  hexagonal.    Formula  A  on  the  ratio  3  :  5,  and  B  that  of  2  :  3. 

492.  Apatite  A  3  Ca^' P  +  Ca  (CI,  F)  (P  0)2106  feas +iea  (CI2,  F^) 

B  U%  Ca  +  h  Ca  (CI,  F))^"  P^        P^  0,  (Cl„  F.)||0.o||0aio 

493.  Pybomoephite  A    3  W  P  +  Pb  CI  (P  0),||06  ||Pb3  +  i  Pb  CI2 

B     ( Ph+  i  (Pb  C1))'°P'  Pe  04  CL||02oiPbio 

494.  MimetiteA  3l>b=*ls  +  PbCl  (As0)o||0e  ||Pb3 +iPb CI 

B  (i^ufb+i,  (PbCl))'°ls^  Aso04Cl,||0,o||Pbio 

III.  WAGXERITE  GROUP.  0.  ratio  for  bases  and  acid  3  :  5,  but  with  the  addition,  in 
wagnerite,  of  a  fluorid,  which,  if  included  with  the  bases,  makes  the  ratio  4  :  5.  Crystal- 
lization clinorhombic,  with  I A  /=91°  — 95^. 

49.5.  Wagxerite  a  Mg^^-f-MgF  (P0).I|06  iMga+MgE^ 

B  C  Mg  +  i  Mg  F)^  P  (P  F)  ||0,  j|Mg, 

49G.  Moxazite  [Cc,  La,      Thiy  P  (P  e),||0e  Kl0e,  ta  Bi, ) Th)3 
497.  Tuenerite 


IV.  TRIPLITE  GROUP.    0.  ratio  as  in  the  Wagnerite  group.    CrystaUization  orthorhombia 
with /A  7=97°— 101°. 

498.  Triphylite  (Fe,  ]Sln,  Uf  P  (P  e),1106  II(Fe,  Mn,  Li^s 
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499.  Triplite  A  (re,Slnf^  +  RF  (P 0)o||e6  |I(Fe,  Mn^a  +  RP. 

B  (f(Fe,Mn)+iRF)^j^  (P  F)        i(Fe,  Mn)^ 

500.  HOPEITE 

Y.  BERZELTITE  GROUP.    0.  ratio  for  bases  and  acid  2  :  3. 

501.  Berzeliite  (Ca,  Mg,  ]$Iii)'°1s'  Ase  OaiOzoK^a,  Mg,  Mn)i, 

VI.  CARMTNITE  GROUP.    Contains  sesquioxyds.    Crystals  orthorhombic. 

502.  Carminite  Is,  ^e,  l*b 

VII.  A^IBLTGONITE  GROUP.    Contains  alumina,  litbia,  and  fluorme.    Crystallization  tri 
clinic;  /A/=73°— 74°. 

503.  Amblygoxite         ^,  3tl,  Li,  F 

VIII.  HERDERITE  GROUP. 

504.  Herderite  f,  3^1,  Ca,  F 

IX.  :M0NIM0LITE  group.    Antimonates.    Crystallization  telra^'onal. 

505.  Monimolite  (tb,  Fe,  Mn,  Ca)*  §b  Sbs  OlOe  |(Pb,  Fe,  Mn,  ea)* 

506.  RoMEiTE  R^SbO^SbO* 

507.  '  Ammiolite  Sb,  fig,  Cu 

Appendix.— 50S,  509.   Arsenates  of  Nickel. 

490.  XENOTIME.  Phosphorsyrad  Ttterjord  Berz.,  Ak.  H.  Stockb.,  ii.  334,  1824.  Phospbor- 
saure  Yttererde  Ger?n.  Phospbate  of  Yttria.  Xenotime  Beud.,  Tr.,  ii.  552,  1832.  Ytterspatb 
Glocker,  Handb.,  959,  1831.    Castebiaudite  Bamour,  L'Institut,  78,  1853.    Wiserin  KenngoU, 

Tetragonal.  0  A  1  =  138°  45' ;  ^^=0;6201.  Ob- 
served planes  as  in  the  annexed  lignre.  1  A  1, 
pyrani.,=il24°  2b';  basal,=82°  30';  /A  1  =  131° 
15'.    Cleavage:  /,  perfect. 

H.=4-5.  G.=l:45-4-56;  4-557,  Berz. ;  4-54, 
Georgia,  Smith.  Lustre  resinous.  Color  yellowish- 
brown,  reddish-brown,  hair-brown,  flesh-red,  grayish- 
white,  pale  yellow  ;  streak  pale  brown,  yellowish,  or 
reddish.    Opaque.    Fracture  uneven  and  splintery, 

Comp.— Y^1^=Pbospboric  acid  37-86,  yttria  62*14=100. 

Analyses:  1,  Berzelius  (1.  c);  2,  E.  Zscbau  (Jabrb.  Min.  1855.  513);  3,  J.  L.  Smitb  (Am.  J 
Sci.,  II.  xviii.  378);  4,  Damour  (Bull.  G.  Fr.,  II.  xiii.  542);  5,  Wartba  (Pogg.,  cxxviii.  166): 

^       3Pe      Y  Ce 

1.  Hitteroe       33*49 »    62*58   ,  subphosph.  iron  3-93=100  Berzelius. 

2.  "  30-74     tr.     60-25    7*98,  Si  ^r.=98-97  Zscbau. 


Jabrb.  Min.  1864,  454. 
438 
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P        Ve       Y  Co 

3.  Georgia        32--45    2  06  5i  U  IVOS^,  gi  0-89  =  100-56  Smith. 

4.  "  31-64    l-20<=  60-40   ,  Ti,  Zr  7-40=  lOO-iU  Daraour. 

5.  Wiserine      35-08    4S':>o  ,  specular  iron,  with  crace  Ti,  6-59=r  100  "Wartha. 

*  With  (r.  of  H  F.  ^  Includes  a  little  La  0,  Di  O.  Includes  some  0^ 

Pyr.,  etc. — B.B.  infusible.  "\;Vheii  moistened  with  sulphuric  acid  colors  the  flame  bluish-greeii 
Difficultly  soluble  in  salt  of  phosphorus.    Insoluble  in  acids. 

Obs. — From  a  granite  vein  at  H.tteroe,  with  polycrase.  malacon, 
and  orthite.  where  the  crystals  are  sometimes  symmetrically  com-  439 
pounded  with  crystals  of  zircou.  as  in  the  annexed  tigure  (E.  Zschau. 
Am.  J.  Sci.,  II.  XX.  273),  which  is  zircon. above  and  xenotime  below, 
tlie  two  species  being  closely  isomorphous  ;  at  Ytterby,  Sweden  ; 
the  Fibir  Berge,  S.W.  from  St.  Gothard;  Binneuthal  in  Upper 
Valais,  Switzerland  (vjiserine).  In  the  United  States,  in  the  gold 
washings  of  Clarksville,  Georgia  (f  438),  associated  with  zircon, 
rutile,  and  cyanite;  in  McDowell  Co.,  N.  C  ;  in  grayish-white  and 
pale  yellow  crystals  in  the  diamond  sands  of  Bahia,  Brazil  (castel- 
naudite-. 

Beudant  named  the  species  xenotime  (apparently  from  |«vof, 
stranger  to,  and  r«;u'f,  fionor),  but  in  the  next  line  gives  the  deriva- 
tion "  K£  'o's,  ram,  et  ruifi,  honneur,"  as  if  the  word  were  kenotime, 
and  adds  afterward  that  his  name  is  intended  to  recall  the  fact  that 
the  mineral  was  erroneously  supposed  by  Berzelius  (in  18!5)  to 
contain  a  new  metal  (the  metal  which  he  named  thorium,  before 
the  later  thorium  was  discovered).  There  is  a  sneer  at  the  great  Swedish  chemist  in  the  name, 
which  shotild  have  occasioned  its  immediate  rejection.  Fortunately  the  word  was  misspelt  from 
the  first;  and  in  its  accepted  form  may  be  regarded  as  referring  to  the  fact  that  the  crystals  are 
small,  rare,  not  showy,  and  were  long  unnoticed. 

491.  CRYPTOLITE.     Kryptolith  WoMer,  Gel.  Anz.  G5tt.,  1846.  19,  Pogg.,  Ixvii.  424.  Phos- 
phocerite  K  Watts,  Qu.  J.  Ch.  Soc,  ii.  131,  1849. 

Ill  aciciilar  prisms  and  minute  grains ;  those  of  cryptolite  perhaps  hex- 
agonal, AVohler  ;  those  of  pliosphocerite  tetragonal  octahedrons  and  square 
prisms,  Watts  and  Chapman. 

G.=4'6,  crvptoHte  ;  i'TS,  phosphocerite.  Color  wine-yellow  ;  of  phos- 
phocerite,  pale  sulphur  yellow  or  colorless.    Transparent — transhicent. 

Comp. — Ce^  P  (like  monazite),  the  cerium  replaced  in  part  by  didymium.  The  analysis  of 
cryptohte  afibrds  better  Ce^"  PI    Analyses:  Wohler  and  W^atts  (1,  c): 

P  Ce,  Di  Fe 

1.  Cryptolite  27-37  73-70  1-51  =  1 02-58  Wohler. 

2.  Phosphocerite  29'66  67-38     3Fe  2-95  =  100  Watts. 

The  excess  in  anal.  1  is  supposed  to  be  due  to  oxydation  of  the  protoxyd  of  cerium  in  the 
course  of  the  analysis. 

Pyr.,  etc. — Cryptolite  is  not  altered  by  moderate  heating.  Soluble  in  concentrated  sulphuric 
acid.  Phosphocarite.  according  to  Chapman,  vitriiii's  partiaUy  on  the  edges,  tinging  the  flame  at 
the  same  time  slightly  green.  Aftbrds  the  reaction  of  phosphoric  acid  and  also  of  cerium,  pro- 
ducing, however,  with  borax  and  salt  of  phosphorus  a  glass  which  is  pale  violet-blue  when  cold, 
either  due  to  the  presence  of  didymiuai  or  a  minute  portion  of  cobalt  ore 

Obs.  — Cryptolite  occurs  in  the  green  and  red  apatite  of  Arendal,  Norway,  and  is  discovered  on 
putting  the  apatite  in  dilute  nitric  acid:  constitutes  2  or  3  p.  c.  of  the  mass  ;  it  was  found  espe- 
cially in  the  rc^d  apatite,  or  in  reddi.sh  points  of  the  green,  and  associated  with  particles  of  mag- 
netic iron,  hornblende,  and  another  cerium  ore  of  a  hyacinth-red  color,  supposed  to  be  monazite. 
This  mineral  was  looked  for  in  the  yellowish  apatites  of  Snarum  without  success.  Occurs  also 
with  apatite  in  the  Tyrol (?);  and  in  the  apatite  of  the  Sllidianka  in  Siberia.  Phosphocerite, 
according  to  Watts  and  Chapman,  may  be  the  grayish-yellow  powder  in  the  cobalt  ore  of  Tunaberg, 
The  crystalline  forms  most  common  in  the  powder  are  an  octahedron  and  a  square  or  rectangular 
prism,  terminating  in  a  four-sided  pyramid  parallel  with  the  lateral  planes,  resembling  fig,  248, 
under  zircon.    G«nth  has  observed  a  mineral,  probably  cryptolite,  in  the  Hurdstown  apatite. 

Named  from  Kpvn-us,  concealed. 
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492.  APATITE.  Cnjsiallized  from  Spain.  Chrysolite  ordinaire  de  Lisle  (with  figs.),  Crist,,  1772, 
ii.  27],  178S  ;  =  Spargelgri;ue  Stc-iukrystalle  aus  Spanien  iiahern  Apatit  Wern.,  Bergra.  J., 
74.  1790  ;=Spargelstein  Wern. ;  Asparagus  Stone;  Pierre  d  Asperge  i^r. ;  Aspar8golithe-cl6«7cJ' 
gaard,  Ann.  Ch.,  xxxii.  l'.)5.  180U.  Chaux  phosphatee  Vauq.,  Ann.  Ch.,  xxvi.  123,  1798. 
Phosphate  of  Lime. 

Cryst.  fr.  Saxony.  Aquamarin  (celandine-green,  fr.  Schneckenstein)  j5/7^72?z{c7?,  his  Croust.,  1770. 
Amethiste  basaltine  (mostly  violet,  fr.  Mines  d'etain  de  Saxe)  Sage,  Miu.  i,  231,  1777  ;  de  Lisle, 
Crist.,  ii.  254,  1783;=Apatit  Wern.,  Gerhard's  Grundr.,  281,  1786,  Bergm  J.,  676,  1788,  378, 
1789.  Phosphorsaurer-Kalk  Klapr.,  ib.,  294,  1788.  ■  Sachsischer  Beryll,  Agustit  (with  an- 
nouncem.  of  supposed  new  earth,  Agusterde),  Trommsdorf,  Trommsd.  J.  d.  Pharm.,  18u0. 

Gryst.  fr.  Norioay,  etc.  Moroxit  (fr.  Arendal)  Ahildgaard,  Moll's  Jahrb.  B.  H.,  ii.  432,  1798. 
Francolite  (fr.  Devonshire)  Brooke;  T.  H.  Henry,  Phil.  Mag.,  III.  xxxvi.  1850.  Lazur- Apatit  JV. 
Nordensk.,  Bull.  Nat.  Moseou,  xxx.  224,  1857. 

Massive.  La  Pierre  Phosphorique  (fr.  Lagrosan,  Estremadura)  Davila,  p.  60,  Madrid ;  =  Phos- 
phate  calcaire  Pm^^.',  J.  de  Ph3's.,  xxxii.  241,  1788;  Pelletier,  Ann.  Ch.,  vii.  1790  ;=  Phosphorite 
Kirv).,  Min.,  i.  129,  1794:  id.  KarsL,  Tab.,  52,  1808.  Eupyrchroite  (fr.  K  Y.)  Emmons,  Rep.  G. 
K  Y.,  1*^38.    Osteolith  Broiaeis,  Ann.  Ch.  Pharm.,  Ixxix.  1 851  =Bone-phosphate. 

Apatite  (inch  the  Saxon  and  the  Spanisli  crystallized  (Spargelstein)  and  massive  Phosphorite, 
excl.  Moroxite)  KarsL,  Tab.,  36,  1800;  id.  (incl.  the  same  and  also  Moroxite)  H.,  Tr.,  ii.  1801. 

I[exao:onal  ;  often  hemiliedral.  0  A  1  =  139°  41'  38'',  Kokscharof ;  «  = 
0-734603.    Observed  planes:  6> ;  prismatic, /,  ^'-2,  i-f,         pyramidal,  I, 


1,  2  :  1-2,  2-2,  4-2 


8-3.  4-4 


Figs.  440,  441,  442  ;  f.  441,  hemihedral 


441 


in  tlie  planes,  3-|-,  4-| ;  f.  442,  actual  form  of  a  crystal  of  which  f.  441  is 
the  normal  form  ;  6)=3-f,  c>'=4-|-. 

6)  A  1=157°  V 
6>  A  2=120  31 
6>  A  3  =  111  27 
6>  A -1=128  10 
6>  A  4-4.=  108  6 
r>  A3-i=114  1 
0  A  2-1=123  11 
O  A  1-2  =  143  42 

0  A  2-2    124  141- 
/A  2-2  =  135  35 
/A  4-1=157  19 
/A  3-1=149  40 

1  A  l,''pyr.,  =  142  10 
1  A  1,  bas.,  =  80  36| 


y^£2 

\  1 

^  22^ 

42 

~(  2 

4.1 

/ 

I 

?2 

442 


St.  Gothard. 


In  ^'-2  =  150 


St.  Gothard. 


Cleavage:  imperfect:    /,  more  so.  Also 

globular  and  reniform,  with  a  lil)rous  or  imper- 
fectly columnar  structure;  also  massive,  struc- 
ture granular. 

H.  =  5,  sometimes  4*5  when  massive.  G.= 
2'92  — 3-25.  Lustre  vitreous,  inclining  to  sub- 
resinous.  Streak  white.  Color  usually  sea- 
green,  bluish-green;  often  violet-blue;  some- 
times white  ;  occasionally  yellow,  gray,  red,  flesh- 
red,  and  brown ;  none  briglit.  Transparent— 
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opaque.  A  bluish  opalescence  souietimes  in  the  direction  of  the  vertical 
axis,  especially  in  white  varieties.  Cross  fracture  conchoidal  and  uneven. 
]>rittle. 


Var. — 1.  Ordinary.    Crystallized,  or  cleavable  and  granular  massive,    {a)  The  asparagus  stone 
(oriii-inally  from  Murcia,  Spain)  and  'utoroxite  (from  Arendal)  are  ordinary  apatite.    The  forme 
was  yellowish-f^reeu,  as  the  name  iiH]4ies ;  the  latter  was  in  greenish-blue  and  bluish  crystals 
and  the  names  have  been  used  for  apatite  of  the  same  shades  from  other  places. 

G.  =  3211,  fr.  Ehrenfriedersdorf,  in  Saxony,  Gr.  Rose;  emerald  mine  on  the  Tokovaia  River 
Urals,  0-212,  Koksch. ;  of  Pargas  (anah  14)  ;-)'19,  Arppe;  of  Tammela,  bluish-green  (anal.  15). 
:i'lS,  Arppe;  of  Miask,  yellow  (anal.  IT),  3-2H4,  v.  Rath;  ib.,  o-21o,  Alexejef;  of  Murcia,  Spain, 
;;*2o5.  Rose;  of  Arendal,  Norway,  3-194,  Rose;  of  Snarum,  3-174,  Rose;  of  Greiuer,  Tyrol,  8-175, 
Rose;  of  St.  Gothard,  3*197,  Rose. 

The  above  measurements  are  by  Kokscharof,  on  crystals  from  the  emerald  mine  on  the 
Tokovaia,  a  fluor-apatite  (anal.  27).  According  to  him,  apatite  from  Achmatovsk,  and  that  of  L. 
Laach,  affords  0  A  1  =  109'  54'  and  1  A  1  =  142"  25';  that  from  Blagodat,  139'  44'  and  142°  18^'; 
tliat  from  Murcia,  139'  47'  and  142°  20';  that  of  St.  Gothard,  142'  19';  that  of  Ehrenfriedersdorf 
the  same  as  that  from  the  Tokovaia  emerald  mine. 

(&)  Lasurapafite  is  a  sky-blue  variety;  it  occurs  in  crystals  with  lapis-lazuli  at  Bucharei  in 
Siberia,  (c)  Francohle^  from  Wheal  Franco,  near  Tavistock,  Devonshire,  occurs  in  small  crystalline 
stalactitic  masses,  grayish  green  to  brown,  and  in  minute  curving  crystals. 

'2..  Fibrous^  concretionary.,  stalactitic.  The  name  Piiof^phorite  was  used  by  Kirwan  for  all  apatite, 
but  iu  his  mind  it  especially  included  the  fibrous  concretionary  and  partly  scaly  mineral  from 
Estremadura^  Spain,  and  elsewhere.  It  has  II.=4-5;  G.  =  2-92  — 3,  Forbes,  but  2*98~3*12  after 
ignition.  Eupyrchroite  (from  Crown  Point,  N.  Y. )  belongs  here ;  it  is  concentric  in  structure,  con- 
sisting of  convex  subfibrous  layers,  more  or  less  easily  separable;  H.=4.};  G.  =  3-05o;  ash-gray 
and  bluish-gray  in  color,  and  gives  a  green  phosphorescence  when  heated  (whence  the  name,  from 
f  i\  icell,  TTiio,  /ire,  and  ypoa^  a  color. 

3.  Earthy  apaJiie;  Osteolite.  Mostly  altered  apatite  (see  beyond).  Coprolites  are  mainly  impure 
phosphate  of  hme.  » 

4.  FUior-apatiie.  5.  Chlor-ajiatite.  Apatite  also  varies  as  to  the  proportion  of  fluorine  to  chlor- 
ine, one  of  these  elements  sometimes  replacing  nearly  or  wholly  the  other. 

,  Pseudoapatite  of  Breithaupt  is  pseudomorphous  apatite  from  Kurprinz,  near  Freiberg,  and 
Sehlackenwald  in  Bohemia. 

Comp. — Phosphate  of  lime,  with  chlorid  or  fluorid  of  lime,  or  both ;  Ca^  P+t  Ca  (CI,  F) ;  or  ( 
Ca+  ,-^0  Ca(Cl,  F)y°ip3=,  for  chlor-apatite,  Phosphoric  acid  40-92,  lime  48-43  (=89->5  P,  Ca),  chlo- 
rine  f.-81,  calcium  3-84  (=10-65  CI.  Ca);  and  for  fluor-apaiite,  P  42-26,  Ca  50-00  (=92  26  P,  Ca),  F 
3-77,  Ca  3-VI7  (=7*74  F,  Ca);  and  the  analyses  should  give  for  the  former  P  40-92.  Ca  53-81,  CI  6-81; 
for  the  latter  P  42  26,  Oa  55-56,  F  3-77  (Rammelsberg).  In  most  kinds  both  fluorine  and  chlorine 
are  present.  The  amount  of  fluorine  has  not  been  determined  with  accuracy ;  in  the  larger  part 
of  the  analyses  it  has  been  deduced  from  the  loss ;  and  where  this  is  the  case,  the  amount  of 
fluorine  is  not  given  in  the  table  of  analyses  beyond.  G.  Rose  first  detected  the  fluorme  and  chlo- 
nne,  and  published  the  following  as  the  composition  of  different  specimens  (Pogg.,  ix.  185): 


1.  Snarum,  2.  Murcia,  3.  Arendal,  4.  Greiner,  5.  St.  Gothard, 

Norway.  Spain.  Norway  Tyrol.  Tyrol. 

Phosphate  of  lime       91'13  92-066  92  189  92-16  92-31 

Chlorid  of  calcium         4-28  0  885  0-801  0  15  tr. 

Fluorid  of  calcium         4-:)9  7-()49  7-01  7-69  7*69 

G.  =  o-l74  G.  =  2-^35  G.  =  3-194  G.=3175  G.=3-197 


nis  determinations  were,  in  1,  CI  2-71,  Ca  54-75.  Fe  0-25;  in  2,  CI  0-56,  Ca  55-30;  in  3,  CI  0*51, 
Ca  55-69;  in  4,  CI  O-OU,  Ca  55-57;  in  .o,  Ci  O  O.J,  La  55-66. 

Other  analyses:  t».  W^eber  (Pogg..  Ixxxiv.  7,  8,  Rammelsberg  (Pogg..  Ixviii.  506,  Lsxxv. 

297);  9,  G.  Rose  (Pogg.,  Ixxxiv.  3u3) ;  10,  Joy  (Inaug.  Dissert.,  4o);  11-13,  YOlcker  (J.  pr.  Ch., 
Ixxv.  384);  14,  15,  Arppe  (An.  Finska  Min.,  4);  16.  Henry  (Phil.  Mag.,  III.  xxxvi.  1850);  17.  v. 
Rath  (Pogg,  xevi.  331;;  18.  v.  Alexeieff  ( Yerli.  Min.  St.  Pet,  59.  ISUJ,'  Kokscharof's  Min.  Russl., 
iv.);  19,  Jackson  (Am.  J.  ScL,  il.  xi.  4(j2):  20,  J.  D.  Y'hituey  (^Am.  J.  Sci.,  11.  xvii.  209);  21, 
Daubeny  (Ann.  Ch.  Pharm ,  Iv.  116):  22,  Garzo  &  Penuelas  (Bull.  Soc.  G..  xvii.  157);  23,  Mayer 
(Ann.  Ch.  Pharm.,  ci.  2M);  24,  Jackson  (Am.  J.  Sci.,  II.  xii.  73);  25,  Petersen  fJahrb.  Min.  18ti7, 
101);  26,  Foster  (ib.,  1866,  716);  21,  28,  P.  v.  Pusirevski  (Yerh.  Min.  bt.  Pet.,  1862,  59,  and 
Kokscharof's  Min.  Russl.,  iv.): 
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Ms   Ca  CI 


G. 

7. 

8. 

9. 
10. 
11. 
12. 
13. 
14. 
15. 
16. 
17. 
18. 
19, 
20. 
21. 
22. 
28. 
24. 
25. 


Snarum 

Schwarzenstein 
Schlackenwald 
Faldigl,  Tyrol 

Krageroe,  white 
it  II 

"  red 

Pargas,  blue 
Tammela.  blh.-gn. 
Wheal  Franco 
Mi  ask,  yellow 

a  a 

Hurdstown,  cryst. 

u  u 

Estremadura,  Fhosph 

Amberg,  " 
Enpyrcliroite^  " 
Diez,  Nassau,  " 


41-54  1-79   


43-01 

41-  25 

42-  28 
41-81 

40-  76 

41-  39 

41-  57 

42-  08 
42-99 

42-  34 

43-  23 
,  37-18 
40-12 
43-53 


0  09  — 
0-29  — 

0-  92»  — 

1-  05«  — 

0-  81  — 

1-  72  — 
3-09* 

0-17.  — 


0-04   

tr.   

3-15   

0-61   

0-90  0-10 

45-75  F2-00  

36-78  F0-61t>  0-19 


53-46 
55-31 
53-97 
55-87 
55-24 

53-  84 

54-  44 
54-59 

54-  74 

55-  40 
53-10 
55-17 
55-00 
55-08 

53-  37 

54-  08 
53-50 
53-55 
49-94 
53-30 


2-66 
0-07 
0-05 
006 

0-  05 
4-10 

1-  38 
1-03 

tr. 

tr. 
tr. 
tr. 

0-  34 

1-  02 
0-20 
0-06 

0-13 


2-16 
2-09 
0-60 
2-46 


26.  Staffel, 


34-48    6-42  0-16  45-79           3-45  2-45, 


Tokovaia,  Ural 
Sliidianka,  Morox. 


41-99 

41-98 


55-95 
55  91 


0-01 
0-11 


4-20 

402 


 Weber. 

 Ramm. 

 Ramm. 

 Rose. 

 Joy. 

0-42,  Al  0-38,  alk.  0-17,  insol.  0-82  V 

0-49,  insol.  0-99  Volck. 

0-83,  alk.  0-30,  insol.  MO  Yolck. 

 ,  f,  3Fe,  ^1  0-99  Arppe. 

 Arppe. 

 Henry. 

0  1 6  V.  Rath 

 Alexejefif. 

 Jackson. 

 Whitney. 

 ,  Si  1  70  Daubeny. 

 ,  Si,  ^1  3-10,  loss  0-79  G.  &  P. 

 ,  K,  Na  0-73  Mayer. 

0-  50,  C  1-22  Jackson. 

1-  65,  CI  &  I  0  03,  K  0-14,  Na  0-31.  C 
4-25,  insol.  1-05  =  100-77  Pet. 

1-08,  Si  4-83,  C  1-51,  Na 
0-42,  K  0-58=101-17  Foster. 
Pusirevski. 
Pusirevski. 


With  some  Mg  0  and  Fe  O. 


With  some  alumina. 


The  earliest  examination  of  apatite  was  that  of  Proust,  in  1788  (1.  c),  on  the  phosphorite  of 
Estremadura,  which  led  him  to  call  it  a  calcareous  phosphate;  and  that  of  Klaproth,  in  the  same 
yearil.  e.\  on  the  Saxon  apatite,  in  which  he  found  P  45,  Ca  55.  Pelletier  in  1790  (1.  c.)  made 
a  com[)lete,  although  not  entirely  accurate,  analysis  of  the  phosphorite,  detecting  even  the  fluo- 
rine an.J  chlorine,  obtaining  P  34,  Ca  59,  fluoric  acid  2-5,  muriatic  acid  (i-5,  Fe  1.  Si  2,  C  1  = 
100.  The  asparagus  stone  of  Spain  was  not  analyzed  until  1798,  by  Vauquelin  (1.  c);  he  found 
only  phosphoric  acid  and  lime,  respectively  45  72  and  .^4-28  p.  c.  His  results  proved  its  iden- 
tity with  the  Saxon  mineral,  and  from  this  time  they  were  united,  along  with  phosphorite,  under 
Werner's  name     apatite,  first  given  in  1786  to  the  Saxon  mineral. 

Forbes  found  in  the  eupyrchroite  (Phil.  Mag.,  IV.  xxix  340)  P  44-12.  Phosphorite  of  different 
localities  has  afforded  a  trace  of  iodine,  and  that  from  Amberg  gave  H.  Reiusch  in  addition  a 
trace  of  bromine.  Apatite  from  Krageroe,  according  to  Ycjlcker  (anal.  Ill,  contains  uo  fluorine. 
That  of  Jumilla  afforded  de  Luna  1-75  p.  c.  of  cerium,  lanthanum,  and  didymium. 

Near  Coquimbo,  Chili,  at  the  mines  of  Tambfllos.  occur  clear  turquois-blue  crystals,  containing, 
according  to  F.  Field  (Chem.  Gaz.,  No.  400,  1860,  p.  224),  f  37-6^,  Oa  36-64,  Cii  20-93  CaCl  2-33, 
II  2-32=:99-'.»l,  the  copper  being  present  as  phosphate. 

Lechartier  has  shown  (C.  R.,  ]x:v.  172)  that  an  arsenic  acid  apatite  may  be  made  by  fusion 
together  of  arsenate  of  lime  and  chlorid  of  calcium  ;  and  that  from  the  same  at  a  lower  tempera- 
ture an  arsenic  acid  wagnerite  is  obtained  in  crystals. 

Pyr.,  etc. — B.B.  in  the  forceps  fuses  with  difficulty  on  the  edges  (F.  =  4-5  — 5),  CDloring  the 
flame  reddish-yellow;  moistened  with  sulphuric  acid  and  heated  colors  the  flame  pale  bluish-green 
(phosphoric  acid);  some  varieties  react  for  chlorine  with  salt  of  phosphorus,  when  the  bead  has 
been  previously  saturated  with  oxyd  of  copper,  while  others  give  fluorine  when  fused  with  this 
salt  in  an  open  glass  tube.    Gives  a  phosphid  with  the  sodium  test. 

Dissolves  in  muriatic  and  nitric  acid,  yielding  with  sulphuric  acid  a  copious  precipitate  of 
sulphate  of  lime ;  the  dilute  nitric  acid  solution  gives  with  acetate  of  lead  a  white  precipitate, 
which  B.B.  on  charcoal  fuses,  giving  a  globule  with  crystalline  facets  on  cooling.  Some  varieties 
of  apatite  phosphoresce  on  heating. 

Obs. — Apatite  occurs  in  rocks  of  various  kind^  and  ages,  but  is  most  common  in  metamorphic 
crystafline  rocks,  especially  in  granular  limestone,  granitic  and  many  metalliferous  veins,  particu- 
larly those  of  tin,  in  gneiss,  syenite,  hornblendic  gneiss,  mica  schist,  beds  of  iron  ore  ;  occasion- 
ally in  serpentine,  and  in  igneous  or  volcanic  rocks  ;  sometimes  in  ordinary  stratified  limestone, 
bods  of  sandstone  or  shale  of  the  Silurian.  Carboniferous.  Jurassic,  Cretaceous,  or  Tertiary  forma- 
tions.   It  has  been  observed  as  the  petrifymg  material  of  wood. 

Among  its  localities  are  Ehrenfriedersdorf  in  Saxony,  Schwarzenstein  and  Pfitsch  in  the  Tyrol; 
region  of  St.  Gothard  in  Switzerland ;  Mussa-Alp  in  Piedmont,  white  or  colorless,  and  of  lika 
form  and  color  on  the  Mittaghorn  in  Upper  Yalais ;  Rabenstcin  and  Amberg  in  Bavaria ;  Ziun 
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wald  and  Schlnckenwald  in  Boliemia ;  in  England,  in  Cornwall,  with  tin  ores ;  in  Cumberland,  at 
Cariock  Fells,  in  celandine-green  crystals  in  gilbertite;  in  Devonshire,  cream-colored  at  Bov^ey 
Tracey,  and  at  Wheal  Franco  {francoUie);  in  Ireland,  in  a  basaltic  dike  near  Kilroot  in  Antrim, 
also  in  Down,  Dublin,  and  Killiney  Hill.  The  greenish-bhie  variety,  called  moroxitt,  occurs  at 
Areridal,  iSnarum.  and  Krageroe  in  Norway,  at  the  latter  place  in  hornVjlendic  gneiss,  in  part 
flesh-red,  and  looking  much  like  feldspar ;  with  magnetic  iron  of  a  greenish-yellow  color  at  Mt. 
Blagodat  in  the  Ural ;  with  black  tourmaline  on  the  Schaitanka  in  Katharinenbnrg ;  on  the  Shi- 
dianka  (lasurapatite)  at  the  emerald  mine  of  the  Takovaia,  8.')  versts  N".  F.  of  Katliarineuliurg 
on  the  Kiriiba,  70  versts  S.  W.  of  Miask,  containing  /lo  chlorine  (Pusirevsky),  with  G.  —  -'>'\-2(j;  iu 
Pargas,  Finland.  The  asparagus  stone  or  spargebttin  of  Jumilla,  in  Mureia  (nut  C  de  (  lata  ).  Spain, 
is  pale  yellowish-green  in  color  ;  and  a  variety  from  Ziilerthal  is  wine-yellow.  The  ij/io-<p/iori(e,  or 
massive  radiated  variety,  is  obtained  abundantly  near  the  junction  of  granite  and  argillite,  iu  Estrema- 
dura^  Spain;  at  Schlackenwald  in  Bohemia;  at  Krageroe,  whence  it  has  been  largely  exported  to 
England;  at  Amberg,  in  Jurassic  limestone,  nodular  and  slalactitic. 

In  Maine^  on  Long  Island.  Blue-hill  Bay,  iu  veins  10  in.  wide,  intersecting  granite.  In  N.  Hamp., 
crystals,  often  large,  are  abundant,  4:m.  S.  of  the  N.  village  meeting-house,  Westmoreland,  in  a  vein 
of  feldspar  and  quartz,  in  mica  slate,  along  with  molybdenite ;  line  crystals  at  Piermont.  in  white 
Utnestone,  on  the  laud  of  Mr.  Thomas  Cross.  In  Jla-^s..  crystals  occasionally  6  in  long,  at  Xorwich 
(N.  E.  part),  in  gray  quartz;  at  Bolton  abundant,  the  forms  seldom  interesting;  sparingly  at 
Chesterfield,  Chester,  Sturbridge,  Hinsdale,  and  AVilliamsburgh.  In  New  York,  large  crystals  of 
apatite  are  found  in  St.  Lawrence  Co.,  in  granular  limestone,  with  scapolite.  spheue,  etc. ;  one  crys- 
tal from  Robinson's  farm,  in  Hammond,  was  nearly  a  foot  iu  length,  and  weighed  Is  lbs. ;  in  crys- 
tals 1  m.  S.  E.  of  Groverneur  and  2  m.  N. ;  in  Rossie,  with  spliene  and  pyroxene,  2  m.  jST.  of  tho 
village  of  Oxbow ;  also  on  the  bank  of  Vrooman  Lake,  Jefferson  Co..  in  white  limestone,  green 
prisms  ^5  in.  long;  Sauford  mine,  East  Moriah,  Essex  Co.,  in  magnetic  iron  ore,  which  is  often 
thickly  stud  ied  with  six-sided  prisms ;  also  at  Long  Pond,  Essex  Co. ;  near  Edenvihe,  Orange 
Co.,  in  prisms  ^12  in.  long,  bright  asparagus-green,  in  white  limestone;  in  the  same  region,  blue, 
grayish-greeu.  and  grayish-white  crystals  ;  2  m.  S.  of  Amity,  emerald-  aud  bluish-green  crystals ; 
at  Long  Pond,  Essex  Co.,  with  garnet  and  idocrase  ;  at  Greenfield,  Saratoga  Co.,  St.  Anthony's 
Nose,  and  Corlaor's  Hook,  less  interesting;  fibrous  mamvnillated  yii'ipijr<:JirLnk)  at  Crown  Point, 
Essex  Co.,  about  a  mile  south  of  Hammondsville,  in  large  quantities.  t|uarried  for  agricultural 
purposes.  In  Xeio  Jersey,  on  the  Morris  Canal,  near  Suckasunny,  of  a  brown  color,  m  massive 
pyrrhotite;  with  the  magnetite  of  Bryam  mine  ;  Mt.  Pleasant  mine  uear  Mt.  Teabo.  in  a  low  hill 
near  the  junction  of  Rockaway  R.  and  Burnt  Meadow  Cr.,  f  m.  from  the  canal,  in  masses  some- 
times 6  in.  through ;  at  Hurdstown.  Sussex  Co.,  where  a  shaft  has  been  sunk  and  the  apatite 
rained ;  masses  brought  out  weigh  occasionally  200  lbs.,  aud  some  cleavage  prisms  have  the  planes 

in.  wide.  In  Penn.,  at  LeiperviUo,  Delaware  Co. ;  in  Chester  Co.,  at  New  G-arden ;  in  Bucks  Co., 
at  Southampton.  In  Mary  and,  near  Baltimore.  In  Delaware,  at  Dixon's  quarry,  Wilmington,  of 
a  rich  blue  color. 

In  Caiuida,  in  North  Elmsley,  and  passing  into  South  Burgess,  in  an  extensive  bed  lo  ft.  broad, 
3  ft.  of  which  are  pure  sea-green  apatite,  and  outside  of  this  mixed  with  limestone,  and  sometimes 
occurring  in  prisms  a  foot  long  and  4  in.  through,  with  pyroxene  and  phlogopite— a  fiwor-apatite 
containing  only  (»  5  chlorine  (Hunt) ;  similar  in  Ross ;  at  the  foot  of  Calumet  FaUs,  in  blue  crystals ; 
also  near  Blaisdell's  raih  on  the  Gatineau ;  in  crystals  in  doleryte ;  at  St.  Roch,  on  the  Achigan, 
clear  rose-red,  amethystine,  and  colorless  crystals,  with  augite. 

Apatite  was  named  by  Werner  from  arr,i-.jw.  to  deceive,  older  mineralogists  having  referred  it  to 
aquamarine,  clirysohte,  amethyst,  fiuor,  schorl,  etc. 

For  recent  articles  on  cryst.,  Kokscharof,  Min.  Russl.,  ii.  39,  189,  iti.  86;  v.  Rath,  Pogg.,  cviii. 
H5H;  Pfaft".  Pogg.,  cxi.  27() ;  Hessenberg,  Min.  Not.,  Nos.  ii.  andiv. 

Alt  — 4'JOA.  OsTEOLiTE  is  massive  impure  altered  apatite,  as  stated  by  A.  H.  Church  (Ch. 
News,  xvi.  loo.  I8(i7),  after  analyses  of  specimens  from  various  localities.  The  ordinary  compact 
variety  looks  like  lithographic  stone  of  white  to  gray  color.  It  also  occurs  earthy.  H.  =  l — 2; 
G.=:2*8 — fr.  Hanau,  Bromeis ;  2-86,  fr.  Ilanau,  Church;  lustre  feeble  or  wanting.  Excepting 
impurities,  it  has  the  composition  of  apatite,  although  most  analyses,  excepting  those  of  Church, 
have  not  detected  the  fluorine  or  chlorine. 

Analyses:  1-3,  Bromeis,  Ratz,  and  Ewald  (Ann.  Ch.  Pharm.,  Ixxix.  Ij;  4,  Schroder  (ib.,  Ixxxix. 
221,  ci.  -83;;  5,  Durre  (Pogg,  cv.  155): 


P 

Ca 

Si 

Fe 

Mg 

Na 

K 

C 

H 

1. 

Hanau  36-88 

49-41 

4-50 

0-93 

1-85 

0-47 

0-62 

0-76 

1-81 

2-28  =  99-31  Bromeis. 

2. 

37-41 

49-24 

2-75 

1-25 

2-78 

0-79 

(»-46 

0-81 

2-34 

3-45=lul-28  Ratz. 

3. 

37-16 

48-20 

2-03 

tr. 

2-31 

1-85 

0-43 

0-78 

2-55 

3-63  =  98-80  Ewald. 

4. 

Redwitz?  42-00 

48-16 

4-97 

r56 

0-75 

0-02 

0-04 

2-21 

1-31  =  10102  Schroder. 

5. 

Schbnwald  34*64 

44-76 

8-89 

6-14 

0-50 

0-79 

2-97,  CI  ^/•.  =  98-69  D. 

No.  1  was  of  the  compact  part ;  2,  of  the  earthy ;  3,  of  the  intermediate.    Klaproth  found  in 
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an  earthy  apatite  from  Siegeth,  Hungary  (Beitr.,  iv.  373).  2-5  p.  c.  of  fluoric  acid.  A  kind  from  a 
bod  in  the  Tertiary  formation  of  the  Fichtelgebirge,  white  and  earthy,  with  G-  =2*8  ',  gave  Schmidt 
(B.  H.  Ztg.,  XX.  3h0)  76  p.  c.  Ca^  P.  Church  foiuid  thewliite,  hard  osteoUte  of  Ficheu,  Hanau.  tc 
ufford  much  fiuorine,  and  more  lime  .than  would  saturate  the  pliosphoric  aud  carbonic  acids ; 
whence  lie  deduces  from  his  analysis  Oa^  F  87*25,  L'a  C  5*70,  Ca  ¥  4  y2,  II  2*3 j— 100-21,  making 
it  true  apatite. 

Found  in  fissures  or  cavities  in  dolery te  or  related  rocks,  as  if  a  secondary  }vof.uct ;  also  in  beda 
among  stratified  rock^ 

Occurs  at  Ostheim,  near  Hanau  (G.  =  2-89 — 3-08),  and  near  Schonwald  ir  Bohemia  fG.=  2*828;, 
in  doleryte ;  at  Redwitz  ?  in  the  Fichtelgebirge  (G.  =  2-89,  2-82).  It  is  Uc.med  from  ocrrioi,  hone, 
and  Xi'do,,  bones  consisting  largely  of  the  same  phosphate. 

490B.  Phosphatic  Nodules.  Coprolites.  Phosphatic  nodules  occur  in  many  fossiliferous  rocks, 
which  are  probably  in  all  cases  of  organic  origin.  Tlie}^  sometimes  present  a  spiral  or  other 
interior  structure,  derived  from  the  animal  organization  that  afforded  them,  and  in  such  cases 
their  coprolitic  origin  is  unquestionable.  In  other  cases  there  is  no  structure  to  aid  in  deciding 
whether  they  are  true  coprohtes  or  not.    The  following  are  analyses  of  some  coprolites : 


1. 

2. 

3. 

4. 

5, 

6. 

Burdie- 

■  Fife- 

Burdie- 

Burdie- 

Kosch- 

•Oberlau- 

house. 

shire. 

house. 

house. 

titz. 

genau. 

Phosphate  of  Hme 

9-58 

63-(i0 

85-08 

83-31 

50-89 

15-25 

Carbonate  of  lime 

61-00 

24-25 

10-78 

15-11 

32-22 

4-57 

Carbonate  of  magnesia 

13-57 

2-89 

2-75 

Sesquioxyd  of  iron 

6-40 

tr. 

2-08 

Alumina 

6-42 

Silica 

ir. 

0-34 

0-29 

0-14 

Organic  material 

1  413 

3-38 

3-95 

1-47 

7-38 

74-03 

Water 

5-33 

3-38 

Lime  of  organic  part 

1-44 

Chlorid  of  sodium 

1-96- 

lOOOI 

97-45 

100-15 

100-18 

99-03 

lOO-OO 

,  1  and  2.  by  Gregory  and  Walker ; 

3  and  4,  by  ConneU ;  5,  by  Quadrat ;  6,  Rochledcr. 

See  other  analyses  by  R.  Hoffmann,  J.  pr.  Ch.,  xc.  469. 

Phosphatic  nodules,  I'rom  the  Lower  Silurian  rocks  of  Canada,  contain  sometimes  fragments  of 
shells  of  Lingula  and  Orbicula,  which  shells,  unlike  most  others,  consist  largely  of  phosphates. 
They  are  found  in  the  Cliazy  formation  at  Allumette  Id.  (G.  =  2-875),  Hawkesbury,  R.  Ouelle 
(G-.  =  3  15),  and  elsewhere.  They  have  afforded  T.  S.  Hunt  (Logan's  Rep.  Can.,  1851-52,  lb63, 
and  Am.  J.  Sci.,  II.  xvii.  235,  lS54j  the  following  results: 


Allumette  I.     Hawkesbury.  R.  Ouelle. 

Phosphate  lime  36-38  44-70  40-34 

Carb.  lime,  with  some  fluorid  5  00                  6-60  5-14 

Carb.  magnesia                                                      4-76  9*70 

Sesquiox.  iron  and  little  3tl  )  [I-qo]                ^'^^  ^^'^^ 

Magnesia                         )  L  -J     

LisoL  49-90  27-90  25-44 

Volaule  1-70                 5-uO  2-13 


100-uO  97-56  95-37 


They  are  blackish  externally,  and  yeUowish-brown  to  blackish-brown  or  bluish-brown  within. 
A  phosphatic  nodule,  in  brown  coal  beds  near  Roth,  afforded  Hasseucamp  (Jahrb.  Min.  1856, 
All)  Phospli.  lime  45-57,  ph.  magn.  2-04,  ph.  iron  27-71,  magnesia  1-34,  Ume  4-20,  alumina  ()-6o, 
organic  acid  3-33,  water  7-50,  0  and  loss  7-68=100.  H.  =  2-5;  G.  =  2-313.  CDlor  externally 
pitch-black ;  within,  honey -yellow. 

490C.  Siaffeliie  of  Stein  (Jahrb.  Min.  1866,  716)  occurs  incrusting  the  phosphorite  of  Staffel,  in 
botryoidal,  reniform,  or  stalactitic  masses,  fibrous  and  radiating.  H.=4.  G.  =  3-1284.  Color 
leek  to  dark  green,  greenish-yellow.  Analysis  afforded  Forster  (1.  c )  P  39-05,  C  319,  Al  0-(t2o. 
5Fe  0-037,  Ca  54-67,  F  3-05,  H  1  •40  =  101-423.  Stein  regards  it  as  a  result  of  the  action  of  carbon 
ated  waters  on  phosphorite. 
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49()D.  GuAKO.  Guano  is  bone-phosphate  of  Hme,  or  osteolite,  mixed  with  the  hj'-drous  phos- 
phate, brushite,  and  generally  witli  some  carbonate  of  lime,  and  often  a  little  magnesia,  alumina, 
iron,  silica,  gj'psum,  and  other  impurities.  It  often  contains  9  or  10  p.  c.  of  water.  It  is  often 
granular  or  oolitic;  also  compact  through  consolidation  produced  by  infiltrating  waters,  in  which 
case  it  is  frequently  lamellar  in  structure,  and  also  occasionally  stalagniitic  and  ?^talactiiic.  Its 
colors  are  usually  grayish- white,  yellowish  and  dark  brown,  and  sometimes  reddish,  and  the  lustre 
of  a  surface  of  fracture  earthy  to  resinous.  Shepard's  PT/roc'as/fe  ( Am.  J.  Sci.,  II  xxii.  97)  is 
nothing  l)ut  tiio  hard  guano  from  Monk's  Island,  Caribbean  sea,  the  mass  of  which  he  namtjd  Pyro- 
guan/tt,  under  the  wrong  idea  of  its  having  undergone  the  action  of  heat;  and  Phipson's  Sombre- 
rite  (J.  th.  Soc,  xv.  27  7,  18t)-i)  is  the  same  thing  from  Sombrero,  as  shown  by  A.  A.  Juiien  (Am. 
J.  Sci.,  11.  xxxvi.  423).  The  waters  which  have  filtrated  through  the  guano  at  Sombrero  have 
altered  the  coral  rock  adjoining,  turning  it  more  or  less  completely  into  phosphate  of  lime  of  a 
yellowish  or  brownish  color;  and  phosphatic  stalagmites  and  stalactites  resinous  in  I'raclure  are 
common. 

Shepard's  massive  Glauhapafiie,  yellowish-brown  to  chocolate-brown  in  color,  and  in  fibrous  sta- 
lactites, from  Monk's  Island  (1.  c  ),  is  also  in  all  probability  merely  the  guano  rock  above  described. 
He  says  the  mineral  contains  151  p.  c.  of  sulphate  of  soda,  with  74*0  of  phosphate  of  lime,  and 
10-3  of  water;  but  such  a  compound  is  hardly  a  possibility,  and  the  fact  of  its  existence  needs 
confirmation.  The  name,  from  giauber  and  apatite,  alludes  to  the  composition.  The  mineral 
includes  also  "tabular  crystals,"  which  may  possibly  be  brushite,  although  the  composition  is 
against  it. 

490E.  Epiphosphorite  Breitli.  (B.  H.  Ztg.,  xxv.  194).  Occurs  reniform,  of  scaly-granular  struc- 
ture, inclining  to  fibrous,  vitreous  lustre,  leek-  to  celandine-green  color,  with  II.=4*5  — 5,  G.  =  3-i  25. 
According  to  Richter  it  fuses  with  much  difficulty,  and  affords  indications  of  phosphoric  acid,  lime, 
protoxyd  of  iron,  alumina,  and  a  very  little  silica  ;  not  tested  for  fluorine  or  chlorine,  because  of 
too  little  material.    Occurs  with  garnets  and  graphite  in  a  crystalline  rock,  but  locality  unknown. 

490F.  Talc- APATITE  Hermann  (J.  pr.  Ch.,  xxxi  101).  An  apatite  from  chlorite  slate  in  the 
Schischimskian  mountains,  near  Slatoust,  containing  a  large  percentage  of  magnesia  in  place  of  part 
of  the  lime,  and  low  in  specific  gravity.  It  occurs  in  6-sided  prisms,  grouped  or  single  :  H.  =  5  ; 
G.  =  2'7  — 2'T5  ;  lustre  dull  to  earthy;  color  milk-white,  yellowish  externaUy ;  feebly  translucent. 

Composition,  according  to  Hermann  (1.  c),  excluding  9-50  of  insoluble  material  as  impurities  : 
P  43-_n,  Oa  41.44,  Mg  8-o5,  Fe  MO,  CI  0*92,  S  2*32,  fluorine  undetermined;  whence  the  formula 
3  Oa^  P  +  Mg^P,  with  chlorid  and  flucrid.  Berzelius  suggests  that  the  magnesia  may  have  come 
from  the  gangue.  According  to  Yolger  it  is  an  altered  impure  apatite.  Some  magnesia  is  present 
in  many  apatites  (Bischof.). 

490G.  Hydroapatite  Damour  (Ann.  d.  M.,  Y.  x.  H5).  In  mammillary  concretions,  looking  a 
little  like  chalcedony.  H.=:5-5^  G.  =  3'l<_).  Color  milk-white.  Subtranspareut.  Composition 
that  of  a  hydrous  apatite ;  3  Ca^  P  +  Ca  F  +  H.    Analysis  by  Damour  (I.  c.) : 

P  40-00       Ca  47-31       F  3-36       Ca  3-60       H  5-30. 

Heated  in  a  tube  it  decrepitates  and  gives  out  ammoniacal  water. 

Found  near  St.  Girons  in  the  Pyrenees,  in  the  fissures  of  a  brownish,  ferruginous,  argillaceous 
schist,  a  rock  which  not  far  distant  affords  wavellite. 

493.  PYROMORPHITE.  Gron  Blyspat,  Minera  plumbi  viridis  pt.,  Wall,  Min.,  296,  1748. 
Mine  de  Plom.b  verte  Fr.  Trl.  Wall,  i.  536,  1853.  Griinbleierz,  Braunbleierz,  Schillize,  Dresden 
Mag.,  ii.  70,  1761,  ii.  467,  1765  (with  obs.  on  identity).  Griin  Bleyerz,  Phosphorsaurehaltig 
(fr.  Zschopau),  Klapr.,  Crell's  Ann.,  i.  394,  1784.  Green  Lead  Ore,  Brown  Lead  Ore;  Phos- 
phate of  Lead.  Phosphorsaures  Blei,  Phosphorblei,  Buutbleierz,  Gen'm.  Plomb  phospliate  Fr. 
Polychrom,  Pyromorphit,  Haus/n.,  Handb.,  1089,  1090,  1813.  Traubenblei  id.,  ib.,  1093. 
Polysplucrit  Breith.,  Char.,  54,  1832.  Nussierite  Danhauser,  Barruel,  Ann.  Ch.  Phys.,  Ixii.  217, 
1836.  Miesit  Breith.,  Handb.,  285,  1841.  Cherokine  She]).,  Rep.  Canton  Mine,  1856,  Miu., 
407,  1857,  Am.  J.  Sci.,  IL  xxiv.  38,  1857. 

HexfiixonaL  0  A  1  =  139°  38^ ;  (2=0-7362.  Observed  planes  :  0,  /,  ^-2, 
1,  2,  4,  2-2. 


O  A  4=106°  23'  0  A  2-2  =  124°  11'  1  A  1,  pyr.,  =  142°  12' 

0  A  2=120  28  /  A  2*-2  =  150  Ih  2-2=135  46 
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Cleavage  :  /  and  1  in  traces.  /  comnionlj  striated  horizontally.  Often 
globular,  reniform,  and  botrjoidal  or  verruciform,  with  usually  a  subco- 
lumnar  structure  ;  also  fibrous,  and  granular. 

H.  =  3*5— 4.  G.  =  6'5  — 7*1,  mostly,  when  without  lime;  5  — 6'5,  when 
containins:  lime.    Lustre  resinous.    Color  green,  yellow,  and  brown,  of 


different  shades ;  sometimes 
grayish-white  to  milk-white, 
transparent — subtranslucent. 


wax-yellow  and  fine  orange-yellow  ;  also 
Streak  white,  sometimes  yellowish.  Sub- 
Fracture  subconchoidal,  uneven.  Brittle. 


Var. — 1.  Ordinary,  {a)  In  crystals .  J.  Sehabus  found  the  angles  1  A  1,  in  green  crystals  from 
Zschopau,  =  142°  26'  and  80°  11';  and  in  brown  from  Bleistadt,  142°  14'  and  80°  40'  (Fogg.,  c. 
HOD),  {b)  In  acicular  and  moss-Ul-e  aggregations,  (c)  Concretionary  groups  or  masses  of  crystals, 
having  the  surface  angular,    {d)  Fibrous,    (e)  Gramdar  massive,    (f)  Earthy ;  mcrusting. 

2.  Folysphcerite.  Containing  lime ;  color  brown  of  different  shades,  yellowish-gray,  pale  yellow 
to  nearly  white  ;  streak  white  ;  Gr.  =  5-89  — 6-44.  Rarely  in  separate  crystals  ;  usually  in  groups, 
globular,  mam  miliary,  verruciform.  Jliesiie,  from  Mies  iu  Bohemia,  is  a  brown  variety.  Nussi&riie 
is  simQar  and  impure,  from  Xussiere,  near  Beaujeu,  France ;  color  yellow,  greenish,  or  grayish ; 
G.  =  5  0415.  CTierolcine  is  milk-white  or  pinkish-white  in  color,  and  occurs  in  slightly  acuminated 
prisms,  and  also  botryoidal  and  massive;  G.  =  4'8(?);  from  the  Canton  mine,  Cherokee  Co., 
Georgia.  3.  Cliromiferous\  color  brilliant  red  and  orange.  4.  Arseniferous ;  color  green  to 
white;  G.=:5*5  — 6-6.    5.  Pseudomorphoiis';  (a)  after  galenite ;  cerussite. 

Both  the  green  and  brown  colors  occur  among  the  pure  phosphates  of  lead,  as  well  as  those 
containing  lime. 

Comp.— 3  f>b^?  +  Pb  CI,  or  ( ,^7  l*b  +  7\,  Fb  Cl)^"?',  with  lime  often  replacing  part  of  the  lead, 
fiuorid  of  calcium  part  of  the  chlorid  of  lead,  and  arsenic  acid  sometimes  part  of  the  phosphoric 
acid,=:Fhosphoric  acid  15-7,  oxyd  of  lead  T4-],  chlorine  2'6,  lead  "•6=Fhosphate  of  lead  89"8, 
chlorid  of  lead  10-2=100.  Analyses:  1-3,  Kersten  (Schw.  J.,  Lsi.  1,  Fogg,  xxvi.  489);  4,  5, 
Lerch  (Ann.  Ch.  Pharm.,  xlv.  328);  f.,  7,  Sandberger  (J.  pr.  Ch.,  xlvii.  462);  8,  Struve  (Koksch. 
Min.  RuosL,  iii.  42);  9,  Wohler  ^Fogg .  iv.  hil);  10,  11,  Kersten  (1.  c);  12,  G.  Barruel  (i.  c.) ;  13, 


Wohler  (1.  c);  14,  Struve  (1.  c);  15,  16,  Seidel  (Jahrb.  Min.  1864,  222): 
1.  With  little  or  no  2)hosphate  of  lime  (Oa^F). 
Ph^'P  FbCl    CaF  Ca^F 


1.  Mies,      brown  cryst. 

2.  Bleistadt,        "  89-17 

3.  Poullaouen,  cryst.  89-91 

4.  Bleistadt,  broicn  cryst.  87 '38 
5. 

6.  Ems,  yelloio  cryst. 

7.  Krausberg,  grem 

8.  Beresovsk,  yioh.-gn 

9.  LeadhiUs,  orange-re 


27 


88-  42 

89-  07 
89-16 
89-18 
90  09 


<)-66  0-22     0-85  =  100  Kersten.    G.  =  6-983. 

9-92  0-14     0-77  =  100  Kersten.    G.  =  7-009. 

10  09  =100  Kersten.    G.  =  7-050. 

10-  23  0  07  0-86,  iVP  0-77  =  99-31  Lerch.  G.  =  6-843. 
9-57  0-20.    1-58,  iVF  0-50=100-27  Lerch. 

11-  33  =100--10  Sandberger. 

10-47  =9y-H3  Sandberger. 

9-94  ^  Fe,  -er  0  59,  Y  ir.  =  99-71  Struve.  G. 

9-91     =100  Wohler. 


•715. 


10.  Freiberg,  brown 

11.  Mies,  " 

12.  Nussierite 


2.  With  much  phosphate  of  lime  {Polysphoerite). 

77-02  10-84  1-09  1 1 -05  =  100  Kersten.  G.= 
81-65  10-64  0-25  7  46  =  100  Kersten.  G.= 
56-40     7-65    22-20,  Si  7-20,  As,  Fe  6  50: 


6-092. 
6-444. 

=  99-95  BarrueL 


3.  Containing  arsenic  acid. 

f  As  tb  FbCl 

13.  Zschopau,                    [15-17]  2-30  72  44  10-09  =  100  Wohler. 

14.  Altai,  ye^/ozy                   12-90  2-01  73-40  10-13  =  99-04  Struve.  G.=5-53'7. 

15.  Badenweiler,  t^-ax-T/'^Z/^JW  16-11  (1-66  77-46   ,  Ca  2  40,  CI  2-64=99-27  Seidel. 

16.  "        dark  orange  1 0-69    77-45   ,  Ca  2-45,  Ci  wwde^.  Seidel.  , 

Himt  found  the  cherolcine  fa  specimen  received  from  Shepard)  to  consist  of  lead  audi  phosphoric 
acid,  with  less  than  1  p.  c.  of  other  material  (Am.  J.  Sol,  II.  xxiv.  275), 

>pecimens  of  pyromorphite  from  Huelgoet  are  often  mixed  with  plumbogummite,  and  contain 
alumina  up  to  16  p.  c.  (Damour,  Ann.  d.  M.,  III.  xvii.  191,  184u), 
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Pyr.,  etc.— In  the  closed  tube  gives  a  white  sublimate  (chlorid  of  lead).  B.B.  in  the  forcepa 
fuses  easily  (F.^l'O',  coloring  the  flame  blui.^h-green ;  on  charcoal  fus^s  without  reduction  to  a 
globule,  which  on  cooling  assumes  a  crystalline  polyhedral  form,  while  the  coal  is  coated  white 
from  chlorid,  and,  nearer  the  assay,  yellow  from  oxyd  of  lead.  With  soda  on  charcoal  yields 
metaUic  lead ;  some  varieties  contain  arsenic,  and  give  the  odor  of  garlic  in  R.F.  on  charcoal. 
With  salt  of  phosphorus,  previously  saturated  with  oxyd  of  copper,  gives  an  azure-blue  color  to 
the  flame  when  treated  in  O.F.  (chlorine).    Soluble  in  nitric  acid. 

Obs. — Pyromoiphite  occurs  principally  in  veins,  and  accompanies  other  ores  of  lead. 

Occurs  at  PouUaouen  and  Huelg03t  in  Brittany:  at  Zschopau  and  other  piaces  in  Saxony;  at 
Przibrara,  Mies,  and  Bleistadt.  in  Bohemia;  at  Sonnenwirbel  near  Freiberg;  Clau.-thal  in  tlie 
Harz;  in  fine  crystals  at  Nas"au ;  Beresof  in  Siberia;  Cornwall  (green  and  brown).  Din^on  (gray), 
Derbj'shire  (green  and  yellow),  Cumberland  (golden-yellow),  in  England;  Leadhills  (red  and 
orange  formerly),  in  Scotland;  "\Yicklow  (clove-brown  and  yellowish  green)  and  elsewhere,  Ire- 
land. 

Pyromorphite  has  been  found  in  good,  specimens  at  the  Perkioraen  lead  mine  near  Philadelphia, 
and  very  fine  at  Phenixville ;  also  in  Maine,  at  Lubec  and  Lenox ;  in  New  York,  a  mile  south  of 
Sing  Sing;  sparing!}'  at  Southampton,  Massachusetts,  and  Bristol,  Conn, ;  in  good  crystallizations 
of  bright  green  and  gray  colors,  in  Davi  Ison  Co.,  N.  C. 

Named  from  -fw,  fire,  I'  -obn^  form,  alluding  to  the  crystalline  form  the  globule  assumes  on  cool- 
ing.   This  species  passes  into  the  following. 

Alt. — Occurs  altered  to  galenite  (Pb  S),  cerusite  (tb  C),  calamine  (2n^Si  +  H),  calcite,  and 
limonite ;  to  galenite,  probably  through  the  action  of  sulphuretted  hydrogen. 

494.  MIMETITE.  Minera  plumbi  Yiridis  pt.,  Plumbum  arsenico  miueralisatum,  Wall.^  Min., 
296,  1748.  Plomb  vert  arsenical  (fr.  Andalusia)  Proust.,  J.  de  Phys.,  xxx.  ;594,  ITS'?.  Idem 
(fr.  Roziers,  with  Q.xia\..)  Fourcroy,  Mem.  Ac.  Sci.  Paris,  1789.  Arsenikalisches  Bleyerz  ienz, 
Min.,  ii.  224,  1794.  Griinbleierz  pt,  Buntbleierz  pt.,  Flockenerz,  Tranbenblei  pt ,  Arsensaurea 
Blei.  Germ.  Arsenate  of  Lead,  (rreen  Lead  Ore  pt.  Plomb  arseniate  Fr.  Pyromorphite  pt. 
Molis.  Mimetese  Beud.,  Tr.,  ii.  594,  1832;  Mimetene  Shep.,  Min.,  18H5;  Mimetesit  Breiih.y 
Handb.,  289,  1841;  Mimetit  Haid.,  Handb.,  1845,  Glocker,  Syn.,  1847.  Hedyphane  Breith., 
Schw.  J.,  iii.  11,  1830.    Kampylit  Breith.,  Handb.,  ii.  291,  1841. 

Hexagonal.  6^  A  1  =  139°  58' ;  rt!  =  0-72T6.  Observed 
planes  as  in  pyromorpliite.  0  A  2  —  120"  46',  0  A  2-2 
=  12i°  30',  1  A  1,  pyr.,  =  112°  29',  bas.,  =  80°  4'  (mean 
of  measurements  by  Schabns).  Cleavage  :  1,  imperfect. 

H.  =  3*5.  G.  =  7"0  —  7*25,  mimetite  ;  o'l  —  5'5, 
hedyphane.  Lustre  resinous.  Color  pale  yellow, 
passing  into  brown ;  orange-yellow  ;  white  or  color- 
less. Streak  white  or  nearly  so.  Subtransparent — 
translucent. 

Var, —  1.  Ordinary,  (a)  In  crystals.  Schabus  found  1  A  1  in  crystals 
from  Joliaungcorgcnstadt  142  .  79"  44',  IVl"  ;;2'.  79^  f,6  ,  142^  29',  SO"  4',  142'  13',  80"  43'; 
from  Eughiinl.  142  4o,  79  -^4  ;  from  Phenixville,  Pa.,  142'  18  ,  80  3U'  (Pogg..  c.  297).  (bi  Cap- 
illary or  lilameutons.  especially  marked  in  a  variety  from  St.  Prix-sous-Beuvray,  France;  somewhat 
like  asbestus,  and  straw-yellow  in  color,    (c)  Concretionary. 

2.  Ca  ciftrous.  JhdTjphane,  which  belongs  here,  is  colorless  and  translucent,  in  crystals  and 
massive:  lustre  between  adamantine  and  greasy;  H.  =  3-5— 4;  G.  — o-4— o'o,  Kersten ;  from 
Longban  in  VN'ermland,  Sweden. 

o.  Contaraing  much  p)liosphui-ic  acid.  Campijlite,  from  Drygill  in  Cumberland,  has  (^.  =  7-21 8,  and 
is  in  barrel-shaped  crystals  (whence  the  name,  from  -c.iju-lA..^,  curved),  yellowish  to  brown  and 
brownish-red. 

Comp.-3  tb='ls-hPbCl,  or  (  a  tb+  ^  Pb  CI)"  P^= Arsenate  of  lead  90-66,  chlorid  of  lead 
9-;s4;  but  with  phosphoric  usually  replacing  part  of  the  arsenic  acid,  and  sometimes,  also,  lime 
part  of  the  oxyd  of  lead.  Analyses  :  1.  Bergemanu  (Pogg.,  Ixxx.  4()1) ;  2.  J.  L.  Smith  (Am.  J.  Sci., 
IL  XX.  248);  Wohler  (Pogg.,  iv.  167);  4,5,  Dufrenoy  (Tr.,  iii.  46) ;  6,  Ramraelsberg  (Pogg,. 
xei.  31t.);  7,  Struve  (Verb.  Min.  Ges.  St.  Petersb.,  18o7j;  8,  Kersten  (^Schw.  J.,  Ixii.  1)  : 
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OXYGi:X  COMPOUXDS. 


Zacalecas,  yellow^  cr. 
Plieuixvilte,  yv:h 
Johanii.q-eorgenstadt,  '* 
I  lorhausen 
Coruwall 

C 11  in  1  )erl and,  Ca mjnjUfe 
1.  Sil)eria  G.  =  0-053 

8.  Loiigban,  Hedypliaue 


89-52 
82-7-t 
815-70 
84-5  > 
71-70 
7G-73 
60-10 


Ca'ls  Ca='P 


0-84 
7-50 
2  15 
4-50 
19-00 
13-94 


1-Z-9S 


15-51 


Pb  CI 

9  9-J  = 

9!)  "99  Bergemann, 

9-38  = 

'.'9-73  bmitli. 

9  G0  = 

99-84  Wohler. 

lo-4n:= 

98-25  Dufrenoj. 

9-05  = 

98-, 0  Dufreuoy. 

9-45  = 

100-15  Ramm. 

9-;^3  = 

100  Struve. 

10-29  = 

98-88  Kersten. 

Mieliaelsou  found  for  the  Longban  hedyphane  P  3-19,  28-51..]E»b  57-45,  Oa  lO-'-O,  CI  3-06- 
2-93,  corresponding  to  Pb  CI  11-70  (J.  pr.  Ch,,  xc.  108).  Ratio  of  J'  to  As  in  campylite,  anal.  6 
]  :  3^  (0-50  Ca  above  removed) ;  in  anal.  7,  1  :  5  ;  in  hedyphane  1:2;  and  of  Oa  to  ?b  in  tha 
last  4"  :  3. 

Domovko  oljtained  for  an  impure,  earthv,  yellow  mimetite,  from  Mina  Grande,  near  Arquerof- 
in  Chili  "(Ann.  d.  M.,  lY.  xiv.  145),  Is  11-55,  If^  5-13,  V  1-86,  f>b  58-31,  Ca  7-96,  Cu  O-.tj,  Pb  CI 
9-05,  Al,  Fe  1-1,  clay  2,  H  1  12  =  99-00.  Domeyko  does  not  cite  this  analysis  in  the  last  edition 
of  his  miueralogy  ( 18()0).    It  is  associated  with  a  vanadate  of  lead  and  copper. 

Pyr.j  etc. — In  the  closed  tube  like  pyromorphite.  I5.B.  fuses  at  1,  and  on  charcoal  gives  in 
R.F.  an  arsenical  odor,  and  is  easily  reduced  to  metallic  lead,  coating  the  coal  at  first  with  chlorid 
of  lead,  and  later  with  arsenous  acid  and  oxyd  of  lead.  Gives  the  chlorine  reaction  as  under 
])yromorphite.    Soluble  in  nitric  acid. 

Obs. — Occurs  at  Wheal  Unit}'-,  near  Redruth  in  Cornwall,  and  at  several  other  of  the  Cornish 
mines;  also  at  Beeralston  in  Devonshire ;  Roughten  Gill.  Drygill,  etc..  in  Cumberland ;  formerly 
at  Leadhills  and  Wauloch  Head  in  Scotland.  At  St.  Prix  in  the  Department  of  the  Saonc.  in 
France,  in  capillary  crystals;  at  Johanngeorgenstadt,  in  fine  yellow  crystals ;  at  ISTertschinsk. 
Siberia,  in  reniform  masses,  brownish-red ;  also  at  Zinnwald,  and  Badenweiler.  The  crystals  from 
Preobragansk  Bergwerk,  Siberia,  were  black  externally,  having  a  coating  of  ijyrolusite,  but  yellow 
within.    At  the  Brookdale  mine,  Phenixville,  Pa.,  crj'stals  of  pyromorphite  capped  with  mimetite. 

N'amed  from  /'(,<<■;-/,$,  vivtufor,  it  closely  resembling  pyromorphite.  Beudani's  word  m'nndese  is 
inadmissible,  because  wrongly  formed.  Shepard\s  modification  of  it,  miinetene,  he  has  rejected  for 
niiinttUt  in  his  last  edition.  Mimeilte  is  the  correct  form  in  view  of  the  derivation,  ilohs  united 
this  species  with  pyromorphite. 

Artif. — Formed  by  fusing  together  arsenate  and  chlorid  of  lead,  and  dissolving  out  afterward 
the  excess  of  chlorid  (Lechartier,  C.  R..  Ixv.  17  2  j. 


495.  WAGNERITE.    Wagnerit,  Phosphorsaurer  Talk,  Fuchs,  Schw.  J,  xxxiii.  269,  1821. 
Magnesie  phosphatee  Fr.    Pleuroklas  Breith.,  Char.,  50,  193,  1823. 
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u 

\-i 

1-2 

1 

1-2 

1-i 

hi 

^^^^ 
^^^^ 

2-i 

i-i 

i-2 

/ 

i-2 

_2 

-1 

-1-2 

Observed  Planes. 


Monoclinic.  0^71° 
2o\  0  aU  =  1U°  25',  B. 
O-TSGoi  :  1  :  l-0-J:5. 


&  M. 


/A  7  =  95° 


0  Ai4  =  W()' 
0  A  l-^=135 

0  A  i-i=10S 
l-i  A  14,  top,= 
i-i  A  1-^=116 

1  A  1,  front,  = 
-lA-1,  "  = 
1-2  A  1-2,  "  = 

*Ai,     "  -- 
1-^  A  1-^,  "  = 
-1-^  A  -1-2,"  = 
i-2  A  ^-2,  "  r 


19' 

18 

7 

rl08  50 

35 

=  112  6 
zl2T  32 
=142  48 
=138  54 
=  106  4 
=  119  0 
=  131  4 
=122  25 


Most  of  tlie  prismatic  planes  deeply  striated 
diagonal,  imperfect ;  0  in  traces. 


i-2  A  i-2,  side, 

Cleavage  :  /,  and  the  ortlio- 
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H,=:5  — 5*5.  (t.  =  3*068,  transparent  crystal;  2*985,  iiiitransparont, 
Kaminelsberg.  Lustre  vitreous.  Streak  wliite.  Color  yellow,  of  (liffer- 
ent  shades;  often  grayish.  Translucent.  Fracture  uneven  and  splintei-y 
'across  the  prism. 

Comp. — Mg^P+Mg-F,  or  (f  Mg  +  :^  Mg  F)' r  =  Phosphoric  acid  43-8,  magnesia  37-1,  Muoriiie 
ll'T,  magnesium  7-4=:  100.  Analyses:  1,  Fuehs  (1.  c,  revised  by  Rammelsberg) ;  2-4,  Rammels- 
berg  (Fogg,  Ixiv.  251,  405,  Miu.  Ch.,  849)  : 

P  Mg  Fe  Ca  F 

1    41-78  46-tJ6  4-.i0    6-17.  Mn  ri-45  =  9n-51  Fuchs. 

2.  40-61  46-27  4-59  2-88  9-:;6=  1 0;-!-2 1  Ramni. 

8.41-89  42-()4  2  72  1-65  imd.,  Al  0-55  Ramm. 

4.40-23  38-49  3-81  4  40  und.,    "  0  96  Ramm. 

Pyr.,  etc. — B.P..  in  the  forceps  fuses  at  4  to  a  green'sli-gray  glass;  moistened  with  sulphuric 

acid  colors  the  flame  bluish-green.  With  borax  reacts  for  iron.  On  fusion  with  soda  eflbrvesces, 
but  is  not  completely  dissolved;  gives  a  faint  man  j:anese  reaction.  Fused  \\itli  salt  of  i)liosphoru3 
in  an  open  glass  tube  reacts  for  fluorine.  Soluble  in  nitric  and  muriatic  acids.  Willi  sulphuric 
acid  evolves  fuaies  of  fluohydnc  acid. 

Obs. — This  rare  species  occurs  in  the  valley  of  HJ/llgraben,  near  Werfen,  in  Salzburg,  Austria, 
in  irregular  veins  of  quartz,  traversing  clay  slate. 

Named  after  the  Uberbergrath  Wagner. 

Ait. — In  a  specimen  of  apparently  altered  wagnerite,  Rammelsberg  found  Si  93-81,  P  1-87,  Mg 
1-49,  Oa  2-58,  Al,  Fe  1-41. 

436.  MONAZITE.  Monazit  Breiih.,  Schw.  J.,  Iv.  301,  1829.  Monn.cite  had  ori'wgr.  Mongite 
Brooke,  Phil.  Mag.,  IT.  x.  139,  1831.  Edwardsite  Shep.,  Am.  J.  Sci ,  xxxii.  1<;1  1837.  Eremite 
Shep.,  ib.,  341,  1837.  Monazitoid  fferm.,  J.  pr.  Ch.,  xl.  21,  1847.  Urdit  Furhes  &  Dahll,  Nyt. 
Mag.  f.  Nat.,  xiii.  1855. 

Monoclinic.  6'=76°  14',  I^  Iz=z^r  10^.  0  Al-l=:138°  8' ;  a\h:  g= 
0*94715  :  1  :  1*0265.  Observed  planes  :  0^  rare  ;  vertical  ?-/,  iA,  /,  2-2, 
i-2\  clinodomes,  14,  2-1;  heniidomes,  \  henii-octaliedral,  1,-1,^, 

1-2,  2-2,  3-3,  -2-2. 
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Xorwich,  Ct. 


A  W=130°  & 
OA  -l-i=U3  6 
O  A  ^-^=103  46 
O  A  -1=133  39 
0  A  1  =  121  6 


44t 


Watertown,  Ct. 


6>  A -2-2  =  121°  18' 

A  2-i=119  10 
6>  A^-l=90 
1  A  1,  front,  =  106  36 
-1  A  -1,  ^'    =119  22 
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"Watertown,  Ct. 


-2-^  A  -2-2,  front,  =  81°  4' 
i-i  A  -l-z  =  140  40 
i-i  A  1-?  =  126  8 
i-i  A  1-?  =  100  13 
c-^' A  2-1  =  93  6 
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1-i  A  -U\  top,  =  93°  12'      i-i  A  1  =  118°  13'  1  A  7=138°  58' 

1-i  A  1  =  143  18  i-{  A  -2-2  =  120  10  U  A  24=150  50 

i-2  A  ^-2,  front,  =  55  42      -2-2  A  2-1=152  56  irl  A  1-^=131  52 

i-i  A  7=136  40  -1  A  7=146  IT  i-l  A  ^2=152  9 

^•-^  A -1  =  131  53 

Crystiils  Tisnally  flattened  parallel  to  ^-^*.  Cleavage:  0  very  perfect,  and 
brilliant.    Twins  :  composition-face  0. 

IL  =  5-5-5.  G.=4-9-5-26;  5-203,  N.  C,  Genth;  5-11,  Ural,  Koks- 
cliarof;  5*19  — 5*26,  nrdite,  Forbes,  Lustre  inclining  to  resinons.  Color 
brown  isli-liyacintli-red,  clove-brown,  or  yellowish -brown.  Subtransparent 
— subtranslucent.    Kather  brittle. 

Comp.-;7(Ce,  La.  Di,  Thi)^  P.  The  later  analysis  of  Hermann  (1864)  gives  the  0.  ratio  for  Ce 
La,  i)i  to  Til  to  i*=9  :  6  :  25.  Analyses:  1,  Iversten  (Pogg.,  xlvii.  385);  2,  Hermann  (J.  pr.  Ch., 
xxxiii.  90);  3,  id.  (ib.,  xciii.  112);  4,  Damour  (Ann.  Ch.  Phys.,  HI.  U.  445): 

f       Th      Sn      Ce       La     Mn  Ca 

1.  Slatoust        28-50    11-95    2-10    26TiO    23-40    1-86    1 '68,  K  and  Ti  ^r.  =  ]01 -49  Kersten. 

2.  "  28-05    1-15    37-36    27-41      ir.     1 -46,  Mg  0  80,  Fe  ir.^ 99  59  Hermann. 

3.  "  28-15       tr.    35  85'^  32-42    1-55   .  H  1-50= 99-47  Hermann. 

4.  R.  Chico       28-6      45-7      24-1     ,  insol.  1-6=100  Damour. 

*  Includes  also  Di  0. 

Thoria  was  detected  in  monazite  both  by  Berzelius  and  Wohler,  though  not  by  Hermann.  Tin 
was  detected,  with  the  blowpipe,  by  Rose  in  the  American  monazite. 

Shepardjbund  in  his  edwardsite  (1.  c.)  7-77  p.  c.  zirconia.  4-44  'A],  3-33  Si,  with  56-53  Ce,  La, 
and  26-66  P;  but  rejects  his  results  in  the  last  edition  of  his  Mineralogy,  referring  both  edwardsite 
and  eremite  to  monazite. 

Var. — The  crystal  affording  the  author  the  above  angles  (f.  447)  was  a  fine  one  with  polished 
faces,  well  calculated  for  accurate  measurements.*  Hermann  gives  the  angle  I A  1=92°  3u';  Breit- 
hanpt,  94°  35'. 

Descloizeaiix  obtained  for  crystals  from  the  auriferous  sands  of  R.  Chico,  in  Antioquia  (Ann. 
Ch:  Phys..  ill.  li.  445),  /a/=93"  20',  lAi-i=]36°  3(>',  76°  15',  i-i  A -\-i=121°,  0  A -l-i= 
129'  30',  -1  A -1  =  107°  (nearly),  -1  A  1-1=143°  4n'.  Kokscharof  has  measured  crystals  from 
Mt.  Ilmen  and  the  river  fanarka,  and  found  I A  7=93°  22'.  C=76°  14',  0  A  2-^  =  119°  10',  0  A  1-i 
=  138°  9',  I  A  1=119°  28',  -1  A -1  =  106°  44',  OA  l-z=143°  2',  OA-l-i=]29°  59';  the  faces 
were  not  very  even,  and  his  results,  he  states,  were  therefore  not  very  exact. 

Pyr.,  etc. — B.B.  infusible,  turns  gray,  and-  when  moistened  with  sulphuric  acid  colors  the 
flame  bluish-green.  With  borax  gives  a  bead  yellow  while  hot  and  colorless  on  coohng;  a 
saturated  bead  becomes  enamel-white  on  flaming.    Difficultly  soluble  in  muriatic  acid. 

Obs. — jMoiiazite  was  first  brought  by  Fiedler  from  the  Ural.  It  occurs  near  Slatoust  in  the 
Ilmen  Mtn.,  in  granite,  along  with  flesh-red  feldspar;  also  near  the  river  Sanarka,  in  the  Ural; 
near  N(")ter.j  in  Norway  {urditt\  in  crystals  sometimes  1  in.  across ;  at  Schreiberhau,  witli  gado- 
linite  (G.=4-'.0.  In  the  United  States  it  is  found  in  small  crystals  from  -,-',3-  to  f  in.  long,  with  the 
siUimanite  of  Norwich,  and  sparingly  with  the  same  mineral  at  Chester,  Ct.  A  few  minute  crystals 
(eremite  of  Shcpard)  were  found  in  a  boulder  of  albitic  granite,  containing  also  a  few  minute  zircons 
and  tourmalines,  in  the  northeastern  part  of  Watertown,  Ct.  Good  crystals  are  obtained  with 
the  siUimanite  of  Yorktown.  Westchester  Co.,  N.  Y. ;  near  Crowder's  Mountain,  N.  C. ;  and  in 
gold  washings  on  Todd's  branch,  Mecklenburg  Co.,  N.  C,  with  garnet,  zircon,  and  diamond. 
Pound  also  in  the  gold  washings  of  Rio  Chico,  in  Antioquia. 

Named  from  /i-.       io  he  solitary,  in  allusion  to  its  rare  occurrence. 

Mohazitoid  Hermann  (J.  pr.  ^  h.,  xl.  -.^1).  This  mineral  is  monazite  in  crystallization  and 
external  characters.  H.  =  5,  G  =5*281.  Hermann  states  that  the  brown  color  is  distinct. 
Hermann  obtained  in  his  analysis: 

^  17-94     Ce  49-35      La  21-30     Ca  1-50     H  1-36,  subst.  like  tantalum  6->7,  Mg.  Fe  ^r.  =  97  '72. 
B.B.  infusible.    With  the  fluxes  like  monazite. 

497.  TuRXERiTE  Levy,  Ann.  Phil.,  xviii.  241,  1823.    Turnerite  is  isomorphous  with  monazite; 
*  Am.  J.  Sci.,  xxxiii,  70.  1838.    Fig.  3  in  that  article  is  zircon,  and  not  monazite. 
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aad  like  it  in  cleavage  aud  color,  and  may  be  the  same  species, 
crystals  ;  the  original,  from  Mt  feorel  in  Danphiny 
(measured  by  Levy,  Marignac,  Phillips,  and  Des- 
cloizeaux);  later,  from  Santa  Brigrilta.  near  Ruiiras 
in  the  Taveisch  valley,  Alps  (measured  by  vom 
Rath).  The  accompanying  prohle  tigure  is  from 
vom  Rath  (Pogg.,  cxix.  247),  but  reversed  in  posi- 
tion so  as  to  make  it  correspond  with  the  above  ; 
moreover,  the  plane  of  perfect  cleavage  is  made 
the  basal,  as  in  monazite,  instead  of  i-i.  that  so 
made  by  v.  Rath.  Some  of  the  angles  are  as 
follows:  those  unaccredited,  v.  Path's  calculated 
results,  from  l-i  A  1=141'  2:;  ,  1  =  14;!  44', 

i-i  A  l-2=l;3r  5S' ;  those  with  Dx.  atlixed,  Des- 
cloizeaux's  ditto,  from  i-i  A  ]-{=:: lOn,  i-i  a  l-i  =  rJG' 
31',  l-i  A  l-i=L»6"  20';  those  with  M.,  P.,  L.,  af- 
tixed,  measurements  by,  respectively,  Marignac, 
Philhps,  Levy: 


It  is  known  omy  n  rara 
449 


U 


I A  i=dr  50' 

0  A  l-^■=13()  3 
0  A  -\-i=\4r2  15 
OAi-i=l02  42 
0  A  -1  =  133  0 
0  A  1  =  121  15 
i-i  A  -l-^■=140  27 

"  140  40  Dx. 

i-i  A  l-i:- 121  15 

126  31DX. 
"        126  31  M. 
i-i  A  3-3  =  158  25 
"  153  17  Dx. 

"  153  52  P. 

"  152  55  M. 

i-i  A  2-2  =  142  6 

141  15  M. 


i-i  A  7=136°  55' 

"      130  48  Dx. 

"      137  22  L. 

"  136  43  M. 
fiA^-2  =  154°  58' 
l-i  A  1  =  143  44 

"  143  30  Dx.,  ] 
-l-^■  A-l  =  149  36 

149  44  Dx. 

"        149  38  P. 
i-i  A  l-i=  99  24^ 

"         100  0  Dx. 

"  99  40  L. 

"         100  25  M. 
i-i  A  2-1=96  8 
w  A  -1  =  131  41 

131  55  Dx. 


i-i  A  1  =  191°  12V 

"       119  8  R. 
i-i  A  1  =  126  16  R. 

"       126  30  Dx. 

"       126  25  M. 
i-i  A  2-1=150  56 

"         150  49  Dx. 

"         150  55  P.,  M. 

"         150  58  R. 
i-i  A  l-i  =  131  58 

"         131  50  M. 

"         131  55  P. 
i-i  A  2-2  =  145  4:U 

"         145  57  Dx. 

"         146  10  P. 

"  145  53  M. 
l-i  A  l-i,  top,  =  86  4 


Turnerite  is  described  as  having  H.  above  4  ;  lustre  adamantine  ;  color  yellow  or  brown ;  streak 
white  or  grayish  ;  transparent  to  translucent.  Children,  after  some  imperfect  trials,  made  out 
that  it  contained  alumina,  lime,  magnesia,  a  little  iron,  with  no  titanic  acid,  aud  very  little  silica. 
At  Mt.  Sorel  it  occurs  with  quartz,  albite,  orthoclase,  crichtonite,  and  octahedrite ;  and  in  the 
Tavetsch  valley,  with  quartz  crystal  and  octahedrite  in  talcose  schist. 

498.  IRIPJIYLITE.    Triphylin  FacJis,  J.  pr.  Oh.,  iii.  98,  1834,  v.  319,  1835.  Tetraphylin 
Berz.,  Arsb.,  xv.  1835.   Perowskyn  K  Nordenskiold. 

Orthorliombic.  /A  7=98°;  O  A  l-z=rl29°  33',  Tscliermak  ;  a'.l'.c— 
1-211  :  1  :  I'loOl:.  Observed  planes  :  O  ;  vertical,  /,  i-2  ;  domes,  ^-i. 
l-l,  f-i  ;  l-^,  f-i 

/A/,ov.7:-z,=82°  OM-i^nr  32: 

7a^-z=131  Ohyi=z 
/A  ^-2  =  162  30  0^y^=: 
/A  1-1=135  8      6>A|-^=130  54 

^-2  A  f  2=133  l-^Al-^,ov.  6>,  =  87  4 

Faces  of  crystals  usually  uneven. 
Cleavage  :  O  nearly  perfect  in  unal- 
tered crystals.  Massive. 

H.  =  5.  G.  =  3-54  — 3-6;  3-545— 
3-561,  Bodenmais,  Oesten.  Subresin- 


Norwich. 


Bodenmais. 
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ous.  Color  greenish-gray  ;  also  bluish ;  often  brownish-black  externally 
Sti'eak  grayish-white.    Transliiceiit  in  thin  fragments. 

Comp. — (Fe,  Mn,  Lif  1^,  Fiichs.  Oesten's  analysis,  which  was  made  on  the  pure  minera 
wholly  unaltered,  sustains  Fuchs's  formula.    0.  ratio  for  Fe  +  Mn,  Li  +  jS'a+Mg=2  :  1, 

Analyses:  1,  i\ichs  (J.  pr,  Ch.,  iii.  98,  v.  '^19);  2,  3,  Rammelsberg  (Pogg.,  Ixxxv.  4o9) ;  4, 
Baer  (  Arch.  Pharm.,  11.  hii.  374);  5,  G.  0.  Wittstein  (Viert.  pr.  Pharm.,  i.  506);  6.  Gerlach  (ZS. 
nat.  Yer.  llalle,  Ix  149;;  7,  Ocsten  (Pogg.,  cvii.  438);  IS,  imperfect  anal,  by  Bcrzelius  and  X. 
Kordcnskiold  (Jahrcsb.,  xv  21!^: 


•Fe 

Mn 

Mg 

6a 

Li 

Na 

K 

Si 

H 

1. 

Bodenmais 

41-47 

48-57 

4-70 

3-40 

0-53 

0-68  =  99-3o  Fuchs. 

2. 

u 

39-35 

41-42 

9-43 

7-08 

1-07 

0-35 

l-28zr99-98  Ramm. 

8. 

40-72 

39-97 

9-80 

7-28 

i-45 

0-58 

0-25 

 =100-05  Raunn. 

4. 

:s(i-3t) 

44-52 

5-76 

0-73 

1-00 

5-.>9 

5-16 

1-19 

1  78 

 =100-59  Baer. 

5. 

(I 

41  09 

35-61 

11-40 

0-48 

5-47 

0-87 

(.-07 

Fe3-31 

1-03  =  99-  3  Wittst. 

6. 

40-32 

36-54 

9-05 

1-1)7 

0-58 

6-84 

2-51 

0-35 

 =  98-16  Gerl. 

7. 

44-19 

38-21 

5-63 

2-39 

0-76 

7-69 

0-74 

0-04 

0-40 

 =100-05  Oesten. 

8. 

Finland 

42-G 

38-6 

iTl 

1-7 

8-2 

 =103-2  Berz. 

Tlie  excess  in  the  analysis  of  the  Finland  mineral  (tetraphyline)  is  supposed  to  be  owing  to  an 
incorrect  (leierniination  of  the  lithia. 

Pyr.,  etc. — In  the  closed  tube  sometimes  decrepitates,  turns  lo  a  dark  color,  and  gives  off 
traces  of  water.  B.C.  fuses  at  1  5,  coloring  the  flame  beautiful  lithia-red  ni  streaks,  with  a  pale 
blu'.sh-green  on  ihe  exterior  of  the  cone  of  flame.  The  coloration  of  the  flame  is  best  seen  when 
the  pulverized  mineral  moistened  with  sulphuric  acid  is  treated  on  a  loop  of  platinum  wire.  With 
borax  gives  an  iron  bead;  with  soda  a  reaction  for  manganese.    Soluble  in  muriatic  acid, 

Obs. — Triphylite  occurs  at  Rabenstein,  near  Zwiesel,  in  Bavaria;  and  f.  451  is  from  a  large 
somevrhat  distorted  Bavarian  crystal  in  the  cabinet  of  R.  P.  Gre'i;.  Jr.,  having  the  appearance  of 
being  altered;  also  at  Keityo.  in  Finland  (perowskine  or  tetraphyline) ;  Norwich,  ^lass. 

On  cr3-st.,  Tschermak,  Ber.  Ak.  Wien,  xlvii.  282;  R.  P.  Greg,  tliis  Min.,  40(),  1854;  Dana,  ib. 

Named  from  tok,  iJi/  ee-fold,  and  d)v)^>\  family,  in  allusion  to  its  containing  three  phosphates. 

Alt. — Triphylite  and  triphte,  like  other  Uiinerals  containing  protoxyd  of  manganese,  imdergo 
easy  alteration  by  oxydation  and  hydration  ;  and  the  former  also  by  losing  its  alkalies  The  scs- 
quioxyd  of  iron  in  \Vittstein"s  analysis  (anal.  5)  is  thur,  accounted  for.  The  following  have  come 
from  the  alteration  of  one  or  the  other  of  these  minerals.  * 

A.  IlETEiiosiTE.  Ileteposite  Alluaud,  in  an  Art.  by  Vauquelin,  Ann.  Ch.  Phys.,  xxx.  2  '4,  1825. 
Helerosite,  Iloterozite,  Alluand,  Ann.  Sci.  Nat.,  viii.  346,  182(3. 

Cleavabie  massive  and  lamellar;  cleavage  stated  to  be  in  three  directions,  unequal,  affording 
an  oblique  prism  of  lOO'-lOl^.  li.  =  5-5  — 6  ;  G.  =  3-52,  or  3-;i9  after  further  alteration.  Dufrenc}'; 
lustre  resiv.on.s,  or  hke  that  of  apatite;  color  greenish-  and  bluish-gray,  becoming  violet  and* sub- 
metallic  on  exposure.  Soluble  in  acids,  with  a  slight  residue  of  silica.  B,B.  fuser-  to  a  deep  brown 
submetallic  enamel.  Found  in  pegmatyte  near  Limoges,  Dept.  of  Haute  Yienne,  France,  and  espe- 
cially at  tlie  quarries  of  Ilurcaux.  Named  hderosite  from  e  eo.i,  oihtr  or  different,  but  misspelt  by 
Vauquelin. 

B.  PsEUEOTEiPLiTE  Blum,  Orjkt.,  2  Aufl.,  537,  with  anal,  by  Delffs.  Resembles  triplite;  but 
occurs  incruhtuig  triphylite  at  Rabenstein,  Bavaria,  to  the  alteration  of  which  its  formation  is 
owl:  g. 

C.  Alluaudite  Damour,  Ann.  d.  M.,  IV.  xiii,  341,  1848  [not  Alluaudite  Bernhardi].  In 
nodules,  or  massive,  with  three  rectangular  cleavages  as  in  tnplite,  two  rather  easy,  the  other 
less  so.  Il,=4— 5;  G.  =  3-468,  Damour.  Color  brown,  Lrownish-red  at  the  edges  by  transmitted 
light ;  powder  brownish-yellow,  B.B.  fuses  easily  to  a  black  magnetic  globule.  Dissolves  in 
muriatic  acid  with  evolution  of  chlorine.  Supposed  to  be  altered  triplite,  and  comes  from  Chan- 
teloube,  near  Limoges. 

D  Altered  Iripiiylite  from  Xoncich,  Mass.  The  Norwich  mineral  is  found  only  in  crystals,  some 
an  inch  long  and  wide,  associated  with  spodumene  in  quartz.  The  crystals  vary  much  in  their 
angles;  tlie  faces  are  smooth  but  hardly  polished.  The  following  angles  were  obtained  by  the 
author  from  8  crystals  (the  right-hand  2-2  is  liere  accented): 


I. 


i-2  A  «-2' 
i-2  A  2-1 
i-2  A  i-l 
0  A  1-i 
i.2  A  1-i 


TL 


IIL 


lY.      Y.      YL     YII.  YIII. 


128°    13r-132°    127°-130i°    130^    126^    134'    128°  130° 
113  113  108  108 

1214-122  120      115  118-119 

13 1"  129-132 
lOli-102 
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i-H'  A  1-7 

t-2  (or  1-2')  A  / 

0  A  obtuso  edge  of  / 
"/A/ 


I. 

159^ 


II. 

]\^° 

162 
94-97 
86-87 


ITT. 

110° 


lY.  V. 

110  -1120 


VI.     VII.  VTII. 


90 


93' 


86° 


100^ 
80 


00° 
90 


Many  of  the  crystals  have  a  raonoclinio  form,  while  others  are  orthorhombic:  but  the  latter  is 
the  normal  form;  the  obliquity  having  resuHod  from  some  movement  in  the  enclosing  rock  after 
the  crystals  were  made.  Tiiey  closely  resemble  in  form  the  crystals  from  Bavaria.  Cleavage  not 
distinct.  Color  black;  rtreak  brownish-red;  opaque;  brittle;  II.  =  5  5;  Gr.=:2S76,  Craw.  In 
composition,  quite  ne;a'  alluaudite,  as  observed  by  Mallet.  Brush  found  the  interior  of  a  crystal 
true  tripliylite,  with  color  grayish-greeu ;  H.  =  5,  and  G.=3-5:'-4  (Am.  J.  Sci.,  II.  xxxiv.  4o2}. 

.\nalvsLs:  L  Dufrenoy  (Ann.  Ch.  Phys.,  x\\.  342);  2,  Ramraelsberg  (Pogg.,  Ixxxv.  439);  3,  Fuchs 
(J.  pr.  Ch.,  lii.  ii8,  V.  319);  4,  Delfifs  (1.  c);  5,  Damour  (1.  c);  6,  7,  W.  J.'Craw  (Am.  J.  Sci.,  II. 
xi.  99);      J.  AV.  Mallet  (ib.,  xviii.  33): 


Limoges,  HeterosUe 

Rabensteiu,  Pseudofr. 

Alluaudite 
Norwich,  Mass. 


P  Mn 

;r2-18  31-46  30-01 

H5-7()  48-17  8-94 

35-71  51  Oo  b-01 

41-20  25-62  l-.'G 

41-35  27-30  24-7() 

44-64  26-02  23  30 


Fe 
34-89 


3rn 

17-58 


Ca    Li  H 


23-08 


6-3.5 

5  30 
4 -.-.2 
2  65 


(^)  43-04  29-50  22-59 


4-40  0-22=:98-85  Dufrenoy. 

 =  1 00  Ramm. 

1-40  — 9!»-.t1  Fuchs. 

 ,  ins.  0  70— 100  D. 

0-60,  Xa5-47=99-7HD. 

 ,  Mg  tr.,  insol.  0-29 

=  100-01  Craw. 

 ,  Mg  /r.,  insol.  0-30 

=  100-14  Craw. 
0-u9  1-79  2  05   ,Mg0-73  =  99-79M, 


1-97 


1-61  2-20  2-07 


Heierosite,  by  Rammelsberg's  analysis,  gives  the  O.  ratio  for  bases,  acid,  and  water  18-67  : 
18-13  :  5-ii4,  and  was  made  on  a  brownish-violet  specimen  having  Gr.  =  3-41  ;  by  Dufrcnoy's,  3  : 
0:1.  rse>idotrlpUie  corresponds  nearly  to  9  :  10  :  2.  AUuaiuUte  gives  approximately,  suppos- 
ing the  manganese  to  be  protoxyd,  as  stated  hi  the  analysis,  for  the  0.  ratio  for  E.  ^,  P,  H  = 
5:6:  18  :•  2  ;  and  the  Norwich  mineral  1:9:15:1.  It  is  useless  to  write  formulas  for  these 
compounds  until  the  state  of  oxydation  of  the  iron  and  manganese  has  been  more  precisely  ascer- 
tained ;  and  even  then  they  are  of  little  value,  as  the  mineral  in  the  altered  state  is  probably  a 
mere  mixtiu'e. 

Melaxchlor  Fuchs  (L  pr.  Ch.,  xvii.  171)  is  altered  triphylite  according  to  Sicmann  (this  Min., 
4th  ed.,  513)  It  is  a  phosphate  of  iron  from  Rabenstein,  contaiidng,  in  100  parts,  38-9  sesqnioxyd 
and  3*87  protoxyd  of  iron,  besides  protoxyd  of  manganese,  and  9  to  10  p.  c.  of  water;  it  occurs  on 
triphylite.    The  name  alludes  to  its  blackish-green  color. 

499,  TRIPLITE.  Phosphate  natif  de  fer  melange  de  mangaut-se  (fr.  Limoges)  Vauq.,  J.  de  M., 
xi.  295,  1802,  Ann.  Ch.,  xli.  24-2,  1802.  Eisenpecherz  pt.  Wern.,  1808.  Manganese  phosphate 
Lucas,  Tabl..  i.  169,  1806,  Phosphormangan  Karst.,  Tabl..  7  2,  ISOS.  Manganese  phosphate 
ferrifere,  //.,  Tabl,  1809.  Triplit  Hausm.,  Ilandb.,  1079,  1813.  Eisenapatit  FticJus,  J.  pr.  Ch., 
xviii.  499,  18:;9.  Zwiselit  Brei  h.,  Uaudh.,  ii.  299,  1841.  Phosphate  of  Iron  and  Manganese. 
ZwieseUt  Glock,  Syn.,  244,  1847. 

Ortlioi'liombic.  Iinperfectlv  crystalline.  Clejn  aixe :  niieqiuil  in  three 
dii-ections  porpendicnlar  to  each  other,  one  nmcli  tlie  most  distinct. 

H.r=4— 5-5.  (T.r:=8-44— 3-8;  S'GIT,  fr.  Pcil an,  Berg.  Lustre  j-esinon>, 
inclining  to  adaniani iiie.  Color  brown  or  l)lackis]id)ro\vn  to  almost  bhick. 
Streak  yellowish-gray  or  brown.  fSnbtranslncent — opaque.  Fractnre  small 
conchoidal. 

Comp.— R='P  +  RF,  V.  Kobell,  with  R  in  anal.  3  =LFe  +  f  Mn,  and  R=l  Ca4-2Mg  +  3Fe, 
■which  gives  for  the  percentage  composition,  Phosphoric  acid  32-7,  protox.  iron  16-6,  protox.  man- 
ganese 32-2,  iron  6-4,  magnesium  1-8.  calcium  1*5,  fluorine  8-8=100.  Analyses:  1,  Bcrzehus 
(Schw.  J.,  xxvii.  70);  2,  Bergemann  (J.  pr.  Cli..  Ixxix.  414);  3,  v.  KobeU  (J.  pr.  Ch.,  xcii,  390);  4, 
Fuchs  \^J.  pr.  Ch.,  xviii.  499j;  5,  Rammelsberg  ^4th  Suppl.,  247): 


OXYGEX  COMPOrNDS. 


Limoges 
Peilau 

Schlackenwald 
Zwieseliie 


P       Fe     Mn    Mg  Oa     Na        3Pe    Si  F 

32-8     81-9    32-6  3'2»       — 

32-76   31-72  30-83  0-32  1-19    O-dl^'      1-55  0-23  — 

33  85    2G-98  30-00  3  05  2-2u  K  ^r.   

[35-i-,U]  35-44  20-34    Fe4-76  0  68 


oO- 


41-42  23-25 
"  Phosphate  of  lim 


8-10 
3-18 
6-00 


 =100  5  Berzelius. 

1-28  =  100-29  Bergem. 

 =104-18  KobelL 

 =100Fuchs.  ^ 

 =luu  Ramm. 


With  some  Li  0. 


Von^Kobell's  analysis  becomes,  on  combining  the  fluorine  vrith  Fe,  Ca,  Mg,  ^  33-85,  Fe  19-86, 
Ma  30-0O,  Fe  5-54,  Mg  1-S:s,  Ca  1-57,  F  8-10=100-75. 

Pyr.,  etc. — B.B.  fuses  easily  at  1  5  to  a  black  magnetic  globule ;  moistened  -with  sulphuric 
acid  colors  the  flame  bluish-green.  With  borax  in  O.F.  gives  an  amethystine  colored  glass  (man- 
ganese); in  R  F.  a  strong  reaction  for  iron.  AYith  soda  reacts  for  manganese.  With  sulphuric 
acid  evolyes  fluohydric  acid.    Soluble  in  muriatic  acid. 

Obs.— Found  by  Alluaud  at  Limoges  in  France,  in  a  vein  of  quartz  in  granite,  acco.mpanied 
by  apatite ;  occurs  also  at  Peilau  in  iSilesia. 

Ziritf!el/te,  a  clove-brown  variety,  was  found  by  Fuchs  near  Rabonstein.  1  league  from  Zwiesel, 
in  Bavaria,  in  quartz  [G.  =  3-91  Fuchs).  Fuchs  in  his  ^Mineralogy  suggests  its  relation  to  triplite. 
It  is  stated  to  have  a  rather  perfect  basal  cleavage;  a  brachydiagonal  little  distinct;  and  a  pris- 
matic parallel  to  a  prism  of  129°  very  imperfect. 

Alt.— Often  occurs  coated  with  oxyd  of  manganese  as  a  result  of  its  alteration. 


500.  HOPEITE.    Breivster,  Trans.  R.  Soc.  Edinb.,  x.  107,  1825.    Prismatoidischer  Zinkphyllit 

Breith.,  Char.,  38,  1832. 

Orthorhombic.  I^  7=101°,  0  A  l-^=133°  19',  Levy  \  a-.h:  c=l-060T  : 
1  :  1*2131.  Observed  planes  as  in  the  annexed  figure,  with  also  2-z,  3-i, 
and  i-z. 


0  A  1-2=138°  50' 
l-l  A  1-2,  ov.  (9, =97 
0  A  2-2=119  47 


2  A  2,  brach.,  =  87°  3' 
40        2  A  2,  macr.,  =  106  36 
2  A  2,  bas.,  =  140 


Cleavage  :  i-i  highly  perfect.  Plane  0  striated.  Also  in 
reniform  masses,  and  amorphous. 

H.  =  2-5  — 3.  G.  =  2-76  — 2-85.  Lustre  vitreous;  i-i 
somewhat  pearl^y.  Color  grayish- white ;  reddish-brown 
when  compact.  "Streak  white.  Transparent — translu- 
cent. 

Pyr.,  etc. — Dissolves  without  effervescence  in  muriatic  or  nitric  acid, 
and  is  slowly  affected  by  sulphuric  acid.  B.B.  gives  out  water,  and  then 
melts  with  difliculty  to  a  clear  colorless  globule,  tinging  the  flame  green. 
The  globule  obtained  with  borax  remains  clear  on  cooling.  With  soda  it  affords  a  scoria  which 
is  yellow  when  hot,  and  gives  out  copious  fumes  of  zinc  and  some  of  cadmium.  The  fused  min- 
eral forms  a  fine  blue  glass  with  a  solution  of  cobalt.  Hopeite  is  supposed,  therefore,  to  be  a 
hydrous  compound  of  phosphoric  acid  and  oxyd  of  zinc,  with  a  smaU  portion  of  cadmium.  N. 
Nordenskijld,  Jahresb.,  v.  198,  1825. 

Obs. — Found  in  the  calamine  mines  of  Altenberg,  near  Aix  la  Chapelle. 

Named  in  honor  of  Prof  Hope  of  Edinburgh. 

The  angle  of      A  \-l  in  hopeite  is  near  i-2  A      in  fischerite. 


501.  BERZELIITE.  BerzeUit  Kuhn,  Ann.  Ch.  Pharm.,  xxxiv.  211,  1840.  Magnesian  Phar- 
macolite  Dana^  Min.,  239,  1844  «Chaux  arseniatee  anhydre  Dufr.  Berzelit  Haid.,  Handb.,  495, 
1845.    Kiihnite  B.  &  if.,  Min.,  481,  1852. 

Massive,  with  cleavage  in  one  direction. 

II.  =  5  — 6.  G.=2'52.  Lustre  waxy.  Color  dirty- white  or  honey-yel- 
low. Brittle. 


ANHYDROUS  PHOSPHATES  AND  ARSENATES. 
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Comp.— (Ca,  Mg,  Mn)'"  ls\    0.  ratio  for  R,  ls  =  l  :  H-    Analyses  :  Kiilin  (1.  c); 

As  Ca  Mg         Mil  ign. 

1.  58-51       23-22        15  G8       2-13       0-30  =  99-84  Kiihu. 

2.  5G-46       20-96       15-61       4  -26       2-95,  insol.  U  -/3  =  100*47  Kiihn. 

Another  partial  analysis  gave  Oa  21-31,  Mg,  Mn  17-07. 

Pyr.,  etc. — B.B.  infusible.  l)ut  turns  gray.  With  soda  on  charcoal  gives  an  arsenical  odor, 
with  soda  on  platinum  foil  fuses  with  effervescence,  and  gives  a  manganese  reaction.  Soluble  in 
nitric  acid. 

Obs. — Occurs  at  Longban  in  Sweden,  with  iron  ore  and  granular  dolomite. 

502.  OARMINITE.    Carminspath  Sandherger,  Pogg.,  Ixxx.  391,  1859.    Carmine  Spar.  Can* 

minite  Dana,  Min.,  410,  1854. 

Ortliorhombic.  In  clusters  of  fine  needles.  Also  in  spheroidal  forms 
with  a  columnar  structure.  Cleavage  parallel  to  the  faces  of  a  rhombic 
prism. 

H.  =  2'5.  G. =4-105.  Lustre  vitreous,  but  cleavage  pearl  v.  Color 
carmine  to  tile-red  ;  powder  reddish-yellow.    Translucent.  Brittle. 

Oomp.— 0.  ratio  for  t*b,  Fe,  A:s  =  lf  :  9  :  17  ;  or  for  bases  and  acid  2  :  3,  or. .less  nearly,  3  :  5. 
Sandberger  and  Muller  adopt  the  latter,  and  write  the  formula  f*b^  As  +  5  Fe  As.  Analysis  by 
R.  Midler  (Pogg.,  ciii.  345): 

As  49-11  Pe  30-29  tb  24-55  =  103-95. 

Pyr.,  etc. — B.B.  on  charcoal  fuses  easily  to  a  steel-gray  globule,  giving  out  arsenical  vapors ; 
with  soda  a  globule  of  lead,  and  with  borax  an  iron  reaction.  Heated  in  a  glass  tube  no  change. 
Soluble  in  nitric  acid. 

Obs. — From  Horhausen  in  Prussia,  12-16  m.  N.E.  of  the  town  of  Neuwied  on  the  Rhine,  with, 
beudantite  and  quartz  in  a  mine  of  hmonite. 

503.  AMBLYGONITE.    Amblygonit  BreiOi.,  Hoflfm.  Min.,  iv.  b,  159,  1817,  Handb.,  483. 


Ti 


•iclinic. 


Observed  planes  as  in  the  annexed  figure,  Dana. 


/A  7=73°  20' 

OAi-i=im 

6^  A/,  back,  =  87  40 
6>  A  7=111  30? 
6>  A  edge  7/7=78  30? 
A  2-1=105  20 


7a^-z=135°  30' 

7  A  ^'-2  =  155  30 

7  A  ^'-2  =  97  50 

7a  2-^=107  30 
i-l  A  2-2,  ov.  7, =142  30 
i-l  A  1-2,  adj., =131  50 


453 


Cleavage:  (9  perfect ;  i-l  nearly  perfect,  angle  between 
these  cleavages  104^°  ;  also  7  imperfect.  Usually  massive, 
cleavable  ;  sometimes  columnar. 

H.  =  0.  '  G.  =  3-3-ll  ;  3'046,  Hebron,  Brush.  Lustre 
pearly  on  face  of  perfect  cleavage  {0) ;  vitreous  on  i-l^  less 
perfect  cleavage-face  ;  on  cross-fracture  a  little  greasy. 
Color  pale  mountain  or  sea-green,  white,  grayish,  brownish-         Hebron  Me. 
white.    iSubtransparent — translucent.    Fracture  uneven. 
Optical  axes  very  divergent ;  plane  of  axes  nearly  at  right  angles  to  i-l ; 
bisectrix  of  tlie  acute  angle  negative,  and  parallel  to  the  edge  0/i-l; 
Descl. 

Ocmp. — Perhaps  Xa)^  +  f  Al)*  1^,  with  one-ninth  of  the  oxygen  replaced  by  fluorine. 


Analyses:  1,  Berzelius  (Gilb.  Ann.,  Ixv.  321);  2,  Rammelsberg  (Pog^., 

35 


Ixiv.  2f.5,  Min.  Ch.,  359) 
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f  Li        Xa       K  F 

1.  Chiirsdorf  5G  G.)      ^r>-Q^      9-11    Berz. 

2.  Arnsdorf;  G.  =  3-ll  (|)47-38     36-88      6-68      3-29     0-43      8-|  1  =  lu2-97  Ramra. 


Tn  three  trials  the  alumina  "U'as  found  to  be  :^:6"26.  :^6"6  j,  and  36-89  p.  c.    Rammelsberg  deduces 
the  formula  (AP  P^+fi^  P*)  +  (Af- F^+R  Pj,  R  standing  for  lithium  and  sodium  ;  Rose  writes  (2 
jp  ^  2  Al  P )  +  ( Al-  F^+ AP  0=*). 

Pyr.,  etc. — In  the  closed  tube  yields  water,  which  at  a  high  heat  is  acid  and  corrodes  the 
glass.  B.B.  fuses  easily  (at  2)  with  intumescence,  and  becomes  opaque  white  on  cooling.  Colors  the 
flame  yellowish-red  with  traces  of  green ;  the  Hebron  variety  gives  an  intense  lithia-red ;  mois- 
tened with  sulphuric  acid  gives  a  bluish-green  to  the  flame.  With  cobalt  solution  assumes  a  deep 
blue  color  (alumina).  With  borax  and  salt  of  phosphorus  forms  a  transparent  colorless  glass. 
In  fine  powder  dissolves  easily  in  sulphuric  acid,  more  slowly  in  muriatic. 

Obs. — Occurs  at  Chursdorf  and  Arnsdorf,  near  Penig  in  Saxony,  where  it  is  associated  with 
tourmaline  and  garnet  in  granite  ;  also  at  Areudal,  Norway.  In  the  IJ.  States,  in  Maine,  at  Hebron, 
imbedded  in  a  coarse  granite  in  masses,  sometimes  well  crystaUized,  with  lepidolite,  albite,  quarrz,  red, 
green,  and  black  tourmahne,  apatite,  and  rarely  cassiterite ;  also  at  Mt.  Mica  in  Paris,  8  m.  from 
Hebron,  with  tourmaline.  The  Hebron  crystals  have  rather  rough  faces,  admitting  only  of  approxi- 
mative measurement,  and  are  occasionally  1  in.  thick  and  2  in.  long  {Am.  J.  Sci.,  JT.  xxxiv.  243). 
The  angles  above  are  from  measurements  by  the  author  of  Hebron  crystals.  Descloizeaux  ob- 
tained from  the  cleavages  of  the  Hebron  mineral  0  {p)  A  i-i  {m)=105" ;  0  (p)  A  J{t)=SS°  30' , 
Jit)  A  i-i  (m)—U5  (G."r.,  Ivii.  357,  Pogg.,  cxxiii.  183). 

The  name  is  from  iii>6\vi^  blunt,  and  ydw,  angle. 


504.  HERDERITE.    Herderite  Raid.,  PM.  Mag.,  iv.  1,  1828.    Allogonit  Breith.,  Uib.,  23, 

1830,  Char.,  78,  1832. 

Ortliorliombic.    7 A  7=115°  53',  0  A  l-^=:145°  51';  a  :  h  :  c=0-67S3  :  ■ 
1  :  1*5971.    Observed  planes  as  in  the  annexed  figure, 
with  also  3,  4,  and 

0  A  1  =  141°  19'       1  A  1,  mac.,=141°  17' 
0  A  3  =  112  35         1  A  1,  brach.,=116  3 
6>  A|-z=147  30       0  A  1=90 

Cleavage  :  7inteiTupted.  Surfaces  7and  1  very  smooth, 
and  delicately  lined  parallel  to  their  edge  of  intersec- 
tion. 

H.  =  5.  G.  =  2*985.  Lustre  vitreous,  inclining  to 
subresinous.  Streak  white.  Color  various  shades  of 
yellowish-  and  greenish-white.  Translucent.  Fracture  small  conchoidal. 
Yery  brittle.    Index  of  refraction  1*47. 

Oomp. — Probably,  according  to  trials  by  Turner  and  Plattner,  an  anhydrous  phosphate  of 
alumina  and  lime  with  fluorine. 

Pyr.,  etc. — B.B.  fuses  with  difficulty  to  a  white  enamel ;  becomes  blue  with  cobalt  solution. 
Dissolves  when  finely  powdered  in  muriatic  acid. 

Obs. — Yery  rare  at  the  tin  mines  of  Ehrenfriedersdorf  in  Saxony.  Resembles  the  asparagus 
variety  of  apatite. 

Named  after  Baron  von  Herder,  director  of  the  Saxon  mines. 


505.  MONIMOLITE.  Monimolit  L.  J.  Igelsirdm,  (Efv.  Ak.  Stockh.,  1865,  227. 
Tetragonal.    In  octahedrons.    Also  massive  and  in  crusting. 


ANnYDROUS  ANTIMONATES. 
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II.— 4'5  — 5.  G.  =  5'94:.  Lustre  siibmetallic,  greasy.  Color  yellow. 
Powder  citron-yellow.    Fracture  granular. 

Comp. — (t*b,  Fe,  Mu,  Ca,  Mg)*  Sb,  but  mainly  antimonatc  of  lead.    Analysis:  Igelstrjm  (1.  c.) : 

§b  40-29  f>b  42-40  Fe  Mn  G-'iO  Ca '/•SO  Mg  8  25  =  99-7:5. 

Pyr.,  etc. — B.B.  on  charcoal  gives  a  malleable  lead-colored  globule,  which,  in  O.F.  gives  a 
white  coating  of  antimony,  and  nearer  the  assay  the  yellow  of  oxyd  of  lead.  Insoluble  in  strong 
acids,  or  with  carbonated  or  caustic  alkalies,  even  on  fusion.  Eeduced  by  hydrogen  gas  at  a  red 
heat ;  becomes  soluble  in  acids. 

Obs. — Occurs  with  tephroite  at  the  manganese  mine  of  Paisberg,  in  Wermland,  Sweden. 

506.  ROMEITE.    Romeine  Damour,  Ann.  d.  M.,  III.  xx.  24*7,  1841;  Y.  iii.  119,  1853 

Tetragonal.  In  octahedrons,  near  the  regular  octahedron  in  form  ;  1  A  1, 
basal,  110°  50'— 111°  20';  over  the  summit,  68°  10'— 69°  10'.  Occurs  in 
groups  of  minute  crystals.    Cleavage  none. 

H.  above  5*5.  G.  in  grains,  4-714;  in  powder,  4'675.  Color  hyacinth 
or  honey-yellow. 

Comp.— ]&^,  SbO',  SbO^  Damour= Antimony  62-24,  oxygen  16*32,  lime  21*44=100.  Analysis 
by  Damour  (1.  c,  1853) : 

0  15*82  Sb  62*18  Fe  I'Sl  Mn  1-21  Ca  16*29  Si  sol.  0*96  insol.  1*90  =  99-67. 
or  Sb  0^40-79    Sb  0'  36-82    Fe  1-70         1-21         16*29  0*96  1-90=99-67. 

In  his  earlier  analysis  (1841)  Damour  obtained  Sb  0^  79-31,  Fe  1*20,  Mn  2-16,  Ca  16-67,  Si  soL 
0-64=99-98. 

Pyr.,  etc. — B.B.  fuses  to  a  blackish  slag.  With  borax  afifords  a  colorless  glass  in  the  inner 
flame,  a  violet  in  the  outer  (manganese).  With  soda  on  charcoal  gives  white  antimonial  fumes 
and  globules  of  metallic  antimony ;  fused  on  platinum  foil  with  soda  gives  a  bluish-green  mau- 
ganate.    Insoluble  in  acids. 

Obs. — Romeite  was  found  by  B.  de  Lom  at  St.  Marcel  in  Piedmont,  in  smaU  nests  or  veins  in 
the  gangue  which  accompanies  manganese,  consisting  in  part  of  feldspar,  epidote,  quartz,  limonite, 
and  greenovite. 

Named  by  Damour  {not  by  Dufrenoy)  after  the  crystallographer  Rome  de  I'lsle. 


507.  AMMIOLITE.  Antimonito  de  Mercure  DomeyJco,  Ann.  d.  M.,  lY.  vi.  183,  1844.  Cina- 
brio  subido  Domeyko,  Min.,  168,  1845.  Ammiolito  Dana,  Min.,  534,  1850.  Antimoniato  de 
cobre  con  cinabrio  terroso  DomeyJco,  Min.,  129,  1860. 

Earthy  powder.    Color  deep  red,  scarlet. 

Comp. — Results  variable  ;  but  regarded  as  antimonate  of  copper  mixed  with  cinnabar  and  with 
other  impurities.  Analyses  by  Domeyko  (Min.,  l'^9,  1860)  of  the  material  obtained  in  the  earhest 
part  of  a  process  of  levigation  : 

quartz  II  and  loss. 
24-8  8-8 
8-1  16-9 

Rivot  has  found  in  a  similar  substance  from  Chili  (Ann.  d.  M.,  Y.  vi.  556),  Sb  36*5,  Cu  12*2, 
Hg  22-2,  Te  14-8,  Fe,  S  tr.,  quartz  2*5,  0  and  loss  12-6,  and  observes  that  his  result  indicates 
the  presence  of  tellurid  of  mercury  and  antimonic  acid  along  with  antimonate  of  copper. 

Pyr.,  etc. — Eflervesces  with  nitric  acid,  without  loss  of  color ;  but  loss  of  color  by  action 
of  muriatic  acid,  and  an  abundant  deposit  of  white  antimonic  acid.  Heated  in  a  matrass,  a 
subhmate  of  mercury. 

Obs. — Found  in  many  of  the  Chilian  mines,  filling  cavities  in  the  quartzose  or  argillo-ferrugi- 
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nous  gangue  of  the  mercurial  tetrahedrite,  and  in  the  pores  of  the  imperfectly  compact  tetrahedrite 
itself,  and  has  proceeded  from  the  decomposition  of  this  mercurial  ore, 
Named  from  auniov,  vermilion. 

F.  Field  has  analyzed  a  red  earthy  substance  from  Tambillos,  near  Coquimbo.  Chili,  and  made 
it  a  compound  of  antimonite  of  mercury  and  sulphantimonite  of  mercury ;  but  there  is  much 
uncertainty  over  his  results.    He  obtained  (Q.  J.  Ch.  Soc,  xii.  27): 

Sb  S  Hg  ¥e  quartz 

14-  21  6-43  34-42  2-68  4-46  35-50=96-70. 

15-  26  5-98  37-94  2*94  4-98  29-78=96-88. 

He  takes  the  loss  as  partly  oxygen,  and  thus  makes  Sb  0^,  Sb  S^,  Hg  0,  Hg  S  as  the  constitu- 
ents.   The  material  is  probably  a  mixture  of  cinnabar,  etc. 


APPENDIX. 


508.  Arsenate  op  Ktckel  (Nickelerz,  Is,  0.  Bergemann,  J.  pr,  Ch.,  Ixxv.  239,  1858X 
Crystalline  massive  or  amorphous.  H.=4.  G.  =4-838.  Color  dark  grass-green  to  brownish  in 
spots  where  amorphous  ;  streak  lighter. 

Formula  given  by  Bergemann  (1,  c.)  'Nv'  iLS=Arsemc  acid  38-0,  oxyd  of  nickel  62-0  =  10'K 
His  analysis  afforded : 

Is  P  0-14       Ni  62-07       Co  0*54       Cu  0'34       Bi  0-24  ir.  =  99-90. 

Unaltered  in  the  closed  tube.  B.B.  on  charcoal  affords  arsenical  fumes;  with  borax  in  R.F, 
gives  a  gray  bead  (nickel) ;  with  soda  on  charcoal  srives  off  arsenical  fumes  and  yields  a  magnetic 
mass.    From  Johanngeorgenstadt,  along  with  the  following,  nickel  oxyd,  and  native  bismuth. 

509.  Arsenate  of  Nickel  (Nickelerz,  Ni'  As,  C.  Bergemann,  J.  pr  Ch.,  Ixxv.  239,  1858). 
Amorphous,  H.=:4.  G-.=4'982.  Color  sulphur-yellow.  Formula  Ni^  As,  Bergemann, = Arsenic 
acid  50-5,  Ni  49'5=:100.    Analysis  by  Bergemann  (1.  c): 

As  50-53  ^  ir,  Ni  48*24  Co  0-21  6u  0-57  Bi  0-62  =  100-17. 

Like  the  preceding  in  pyrognostic  characters.  Occurs  at  Johanngeorgenstadt,  with  the  pre- 
ceding. 


II.  HYDROUS  PHOSPHATES,  ARSENATES,  ANTIMONATES. 


ARRANGEMENT  OF  THE  SPECIES. 


A.  Phosphates  and  Arsenates  op  Bases  in  the  Protoxtd  state. 

I.  STRUYITE  GROUP.    Contain  ammonia,    0.  ratio  for  bases  and  acid  3  :  5. 

515.  Stercorite  (^Na+iNH^0  +  ^H)'1?  +  8fi:       PeHOaK^Na  +  i Am  +  iH)3-l-4aq 

510.  Strtjvite  (f  Mg+iNH^0)='1?  +  12E[         (P  0),||e6||(^  Am2 +f  Mg)3  +  12  aq 

II.  HAIDINGERITE  GROUP.    Contain  lime.    0.  ratio  3  :  5.    Orthorhombic,  with  a  pearly 

diagonal  cleavage. 

517.  Uaidingerite        (|Ca+^fi[)'lsH-3fl:  (As  e)2[10c[l(|ea+ ^H2)3  +  3  aq 
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III.  PHARMACOLITE  GROUP.  Contain  lime  or  magnesia.  0.  ratio  3  :  5.  Monocliuic,  \nth 
a  pearly  cliuodiagonal  cleavage. 

518.  BRaSHiTE  (fCa+iHf F+4:H  (PO).2l|e6i(i-€a  +  ^Ho)3  +  4aq 

519.  Metabrcshite  aCa+iHfP+Sfl  (POy^llOeKl  ea  4-^  112)3  +  8  aq 

520.  PHARMACOLITE  (f  Ca+i  11)' +  5  EE  (AsO)o|j06|l(f  ea+iHo)3  +  5aq 

521.  Churchite  (Ca,  Ce)='P  +  4H  (PO)2||eGl|(€a,  ee)3+4aq 

522.  HCERNESITE  Mg'ls  i-Sfi  (As  0)2|10Gl|Mg3  +  8  aq 

523.  RCESSLEKITE  (f  Mg  + i  H)'ls  +  12  U  (AsO)o||e6i(|Mg+ino)3  +  r2aq 

IV.  VIVIANITE  GROUP.  Contain  iron,  manganese,  nickel,  cobalt,  or  zinc.  0.  ratio  3  •  5, 
Monocliuic,  with  a  pearly  clinodiagonal  cleavage. 

524.  YmANiTB  Fe'P  +  sa  ^  (P e)ol|06|lFe3+8 aq 

525.  Symplesite  Fe'^s+waq  (AsO)o||06||Fe3  +  ?iaq 

526.  Erythrite  Co'ls  +  8II  (AsO)2ie6|10o3  +  8  aq 

527.  Annabergite  Ki'^s  +  SH  (AsO)2||06||?vi3  +  8  aq 

529.  Cabrerite  (Ni,  Co,  Mg)' As  +  8  H  (As  0)o||e6||(5vi, -Go,  Mg)3  +  8  aq 

530.  KoiTiGiTE  (2n,  Co,  Ni)'  ls+8  fi  (As  e)2l|06B(Zn,  Co,  ^1)3  +  8  aq 

531.  HuREAULiTE  (Mn,  Fc,  H)' P+ 2  H  (P  0)2l|eGi(Mn,  Fe,  H2)3  +  2  aq 

V.  CHONDRARSENITE  GROUP.    Contain  manganese.    0.  ratio  1:1?    No  cleavage  ob- 

served. 

532.  Chondrarsenite     Mn^ls  +  2^E[  As2|Oio|Mn5  +  2i  aq 

YL  OLIVEXITE  GROUP.  Contain  Cu,  Zn  as  the  protoxyd  bases.  General  formula  R'  (P, 
'As) +  71  aq,  with  sometimes  Ca  H,  or  Zn  H;  accessory.  Orthorhombic,  without  pearly 
cleavage;  /A  /  near  90°. 

533.  Trichalcite  Ou'3cs+oB:  (AsO)2l06l6u3  +  5aq 

534.  ?  Thrombolitb  Cu,  H 

535.  Libethenite  Cu'P  +  Cua  (Pe)2ieei€u3  +  euH2e2 

536.  Olivenite  Cu' (Is,  ^)  +  6u  ((As,  P)e)2ie6|eu3H-€u  H2  O2 

537.  ADAmiE  Zn'ls+ZnK  (As,  0)o||e6||Zn3  +  Zn H2 

538.  CONICHALCITE  (Cu,Ca)' (P,ls)  +  Cu  H+i  H  ((AsP)e)2ll06||(eu,-ea)3+euH2e2+ia.q 

539.  Batldonite  (Cu,  f  b)'  Is  +  Cu  H+H  (As  e)o||e6i(ea,  Pb)3+-eu  H2  02+aq 

540.  EUCHROITE  Oa'ls  +  OnH+GH  (As 0).4e6iCu+-eu  H2  O2  +  6  aq 

YII.  LIROCONITE  GROUP.    Contain  Cu.    General  formula  R'  (P,  ls)  +  n  aq,  with  mostlj 
2  Cu  H  or  3  Cu  H  accessory.    Monoclinic,  without  a  very  distinct  basal  cleavage. 

541.  Tagilite  Cu'P  +  CuH+2H  (PO)2||e3ieu3  +  euH2  02  +  2  aq 

542.  LiROCONiTE  Cu'  As+(i  Ou'+f  Al)  H'+9  H  (As  e)2||Os|l€u3  +  Q  +  9  aq 

543.  Pseudomalachite  0u'^+3CuH:  (Pe)o|ie6|l€u3  4-3  euH2  0a 
r)43A.  Ehlite  CVP+2CuII  +  H:                   (Pe)2|ieH||€u3  +  2euH2  02  +  aq 

543B.  DiHTDEITE  Cu'  P  +  2  Ou  3  (P  e)4e6fleU3  +  2  6U  H2  0a 
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544.  Erinite  Cu^1s  +  2CuH: 

545.  CORXWALLITE  Ou' +  2  Cu  H+ 3  E[ 

VIIL  CHALCOPHYLLITE  GEOUP.    ContaiD  Cu. 

54G.  Tyrolite  Cu'1s+2CuH+7H 

547.  Clinoclasite         Cu^^s  +  8CuH 

548.  CHALCOPHYLLITE   a  Cii^       +  5  Cu  H  +  7  H 

I  Ou*ls  +  3CuH  +  9H 


(As  0)406  fOua  +  2  Ou  H2  O2 

(As  0),||e6  ||eii3  +  2  Ou  H.2  O2  +  3  aq 

A  perfect  basal  cleavage. 

(As  0).2||06  llOua  +  2  Ou  H2  O2  +  7  aq 
(As  0)2||06  iOug  +  3  Ou  H2  O2 
(AsO)o||06  ||eu3  +  5euHo02-|-7aq 
As,iOi  c|l€u5  +  3  Ou  H2  0.2  +  9  aq 


B.  PHOS|pATES  AND  ARSENATES  OF  BASES  WHOLLY,  OR  IN  PART,  IN  THE  SeSQUIOXTD  STATR 

(1)  Oxygen  ratio  for  (S'',  fi),  (P,  As):=3  :  5,  with  water  and  sometimes  other  accessory  coa- 
stituents.    Plumbogummite  is  of  uncertain  relations. 

549.  Berlinite  ^IP  +  iH  (PO)2||06  I'^Ala  +  iaq 

550.  Callainitb  ^1P+5H  (PO)2ll06  l|/M3  +  5aq 

551.  Lazulite  ^clP+MgiC  (PO)2l|06  I'^Als+MgHsOa 

552.  Barrandite  (^1, 3Fe)  1P+4 EE  (P  0)2iOe  ||  5(A],  Fe)3  +  4  aq 

553.  ScoRODiTE  3PeAs+4fi:  (PO)2!106  ||/?Fe3  +  4aq 

554.  Wavellite  ^l^+i^lH3+5H  (PO)2l|06  l|/iAl3  +  Q+oaq 

555.  Trolleite  aiil^  +  i^lH^  (P 0)2||06  i5Al3+/?AlH202 

556.  Plumbogummite  (?)  J»b^P+ 6^1H'  (PO)2ll06  ||Pb3  + IS/^AlHsOa 

557.  Calcioferrite        (3Pe,  Ca')P  +  iKH3  +  4H:  (PO)2|06  ||(ea,/?Fe)3  +  f/?ftH202  +  4aq 

558.  Pharmacosiderite  3?els+i3PeH'  +  4H  (As0)2||O6  |/3Fe3+/?FeH202 +  4aq 

(2)  0.  ratio  for       1),  ?=4  :  5. 

559.  Cirrolite  (iOa^+i3^1)*^'  +  3H  PsOHOg  |(iOa  +  |/?Al)3 -f-aq 

Trolleite  (555),  calcioferrite  (557),  Q.ud.  pharmacosiderite  (558),  have  the  0.  ratio  4  :  5,  and  if  part 
of  the  alumina  or  iron  is  not  present  as  an  accessory  hydrate,  they  should  be  included  in  tLia 
group.    Wavellite  (554)  is  also  near  it. 

(3)  0.  ratio  for  {'k\  ^),  (^,  As)=l  :  1 ;  but  doubtful. 

560.  Childrenite  (4  (Fe,  Mn)^  +  f  ^1)^       1 5  H  PsflOi  o|(f  (Fe,  Mn)  +  ^        +  5  aq 

561.  ?  Attacolitb  3cl,  Oa,  Mn,  Fe,  EC 

(4)  0.  ratio  for  (It^  S),      ls)=6  :  5. 

562.  Augelite  1^  +  3  EC  /JAleOIOioiPs  +  Saq 

563.  TURQUOIS  3cP1?  +  5E[  /JAle  0|10ioiP2  +  5  aq 

564.  Peganite  ^P^+6B[  /?AlGO||Oio|Po  +  6aq 
665.  Fischerite  1^  +  8  be  /JAle  0|Oio||P2  +  8aq 

566.  Tavistockite         (^l,Cay^+3£[  (6a, /?A1)6  0||Oio||P2+3  aq 

567.  Chenevlsite  (l?e,  6u^)2ls  +  3  H  (Ou, /£?Fe)6  0||Oio||As2  +  3  aq 
568  Dufrenite             Pe^i^+3iH  ^Fe6  0|!Oio|P2  +  Jaq 
569.  Cacoxenite  (?)3Pe^i^  +  12H                                              /?Fe6  0|OioIiP2+ 12 aq 
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570.  A-RSENiosroERiTE  (l?e,  Ca^/ 1.S  +  6  fl 

571.  Eyaxsite  AP1^+^1H'+15H 

572.  TORBERXITE  ©2^  +  OuH+7H 

573.  AUTUXITE  ^^P+CaH+7H 


(€a,  /?Fe)6  eiOioi  As2  +  6  aq 

0AU  Oiie,  0IIP2  +  3        H,e2)  +15; 

6  e||eioiP2+€u  H2  O2  +  7  aq 
P^o  e|eio||P-2+-ea     02+7  aq 


574.  Amphithalite 

575.  Sph^rite 

576.  Borice:ite 


(5)  0.  ratio  for  (E^  K),  (P,  As)=3  :  2. 


(Xl,Ca7^2+7H 
(Fe,  Ca^P^+lSH 


(ea,,'?i^l)i5  05l|e.,oiP4  +  7aq 

/?r^li50,||e2oiP4  +  ]6aq 
(€a,,o3Fe)i5  05lie2oi|P4+15aq 


C.  Phosphates  or  Arsenates  combined  with  SuLPHATEa 


580.  DiADOCHITE 

581.  PiTTICITE 

582.  Beudaxtite 

583.  Lixdackerite 

584.  Svaxbergitb 

585.  Ficixite 


P,  S,  Fe,  H 
As,  S,  Fe,  H 

Is,  S,  Fe,  fb,  H 
'As,  S,  Ou,  Ni,  H 
P,  S,  ^1,  Ca,  Na,  PC 
P,  S,  Fe,  Mn,  H 


586.  Bindheimite 


D.  AXTIJIOXATES. 


Sb,  i>b,  fi 


In  the  preceding  formulas  the  value  of  Q  may  be  learned  from  the  corresponding  formula  in 
the  other  column.  In  many  of  the  phosphates  of  copper  the  member  ti  Cu  H  is  made  an  acces- 
sory, as  done  by  Rammelsberg  and  others. 


515.  STERCORITE.  Stercorite  ^em^a?/?,  Q.  J.  Ch.  Soc,  1849.  Microcosmic  Salt.   Native  Salt 

of  Phosphorus. 

In  crystalline  masses  and  nodules.  G.=:l*6151.  Lustre  vitreous.  Color 
white,  stained  jellowisli-brown.  Transparent.  Fragile.  Kot  elHorescent. 
Easily  soluble  in  hot  and  cold  water. 

Oomp.—XaNH''OP+ 9 11= Phosphoric  acid  34-05,  ammonia  12-40,  soda  14*92,  water  3S-63  = 
lOo.    Analysis  by  T.  J.  Herapath  (L  c): 

P  34-325  Am.  7*680  Xa  15-752  .    S  42-248  =  100. 

Mixed  with  about  9  p.  c.  of  impurities,  consisting  of  organic  matters  along  with  chlorid  of 
sodium,  carbonate  of  lime,  carbonate  of  magnesia,  phosphate  of  lime,  sand,  etc. 

Pyr.,  etc. — B,B.  intumesces,  blackens,  and  gives  off  water  and  ammonia,  colors  the  flame  mo- 
mentarily a  faint  green,  and  fuses  to  a  transparent  colorless  glass,  soluble  in  boiling  water. 

Obs. — Found  in  guano  at  the  island  of  Ichaboe  on  the  west  coast  of  Africa,  and  named  from 
the  Latin  stercics,  dung. 

This  species  is  identical  with  the  Salt  of  FJwsphorus,  used  as  a  flux  in  blowpipe  analysis. 


516.  STRUVITE.    Struvit  Ulex,  CEfv.  Ak.  Stockh.,  1845,  iii.  32,  Ann.  Ch.  Pliarm.,  Ixvi.  41, 
Guanite  E.  F.  Ttschemacher,  Phil.  :Mag.,  III.  xxviii.  546,  1846, 
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Orthorliombic.    Hemihedral,  two  opposite  sides  having  nnlike  planes 

/A/=101°  42',  OA  1-1=132°  32';  a  :  h  :  c=l-0900  :  1  :  1-2283.  Ob 

served  planes  as  in  the  annexed  fio-ure. 
458  ^ 

0  A  l-z  =  13S°  25'  i-2  A  2-2,  ov.  ^•-2,=:63°  8' 

0  A  i-2=151  25  l-i  A  1-2,  ov.  6^,  =  96  50 

0  Ai-i=dO  A  J-2,  ov.  2-2,  =  57  10 

Cleavage  :  0,  perfect.  Twins  :  composition-face 
i-i. 

H.  =  2.    G.  =  1-65 -1-7.    Color  slightly  yellow- 
ish to  brown  ;  white.    Lustre  vitreous.  Translu- 
cent ;  sometimes  opaque.  Brittle.   Tasteless,  being 
but  slightly  soluble. 

Comp. — XH^O  ]yig^^+12  H=Pliosplioric  acid  29-0,  magnesia  16"3,  ammonia  10-6,  water  44*1 
=  10U.    Ulex  obtained  (Jalirb.  Min.  1851,  51): 

jp  Mg  Fe  Mn  Am.  S 

28-56  13-46  3-06  1-12  53'76 

Pyr.,  etc. — In  the  closed  tube  gives  off  water  and  ammonia  and  becomes  opaque.  B.B.  colors 
the  flame  green,  and  fuces  easily  to  an  enamel,  which,  heated  with  cobalt  solution,  assumes  a 
beautiful  purple  color.    Soluble  in  acids. 

Obs. — Found  in  guano  from  Saldanha  Bay,  coast  of  Africa,  imbedded  in  patches  of  crystals ; 
also  under  an  old  church  in  Hamburg,  where  quantities  of  cattle  dung  existed  in  the  soil  above 
a  bed  of  peat  which  contained  the  crystals.  This  salt  forms  when  a  tribasic  phosphate  and  a 
salt  of  ammonia  are  dissolved  together,  and  a  salt  of  magnesia  is  added  to  the  mixture. 

The  dimensions  of  the  crystals  are  nearly  those  of  barytes  if  l-i  be  taken  as  f-L 

Named  after  the  Eussian  statesman  v.  Struve. 


517.  HAIDINGERITE.    Turner  Edinb.  J.  Sci.,  iii.  303,  1825. 


Orthorhombic.  I A  7=100°  (80°  over  i-i),  0  A  1-2  =  1^8°  16' ;  a  :  h  :  g 
1'1918.  Observed  planes :  vertical, /,  2-2,  2-2;  domes,  |-2,  2-2, 
i-i,  1-2 ;  octahedral,  4-2,  f-f.  |^-2  A  i-2,  top,  =  146°  53', 
i-2  A  1-2=126°  58',  I A  2-2=140°,  I A  2-2=130°.  Cleav- 
age :  i-i  highly  perfect.  Mostly  in  minute  crystals  aggre- 
gated into  botryoidal  forms  and  drusy  crusts. 

H.  =  l'5-2'5.  G.  =  2-848.  Lustre  vitreous.  Streak 
white.  Color  white.  Transparent — translucent.  Sec- 
tile  ;  thin  laminae  slightly  flexible. 

Comp.— (fOa-t-^ftf  Is  4-3  B[= Arsenic  acid  58-1,  Ume  28-3,  water 
13-6=:  100.    Turner  (1.  c.)  obtained,  arsenate  of  lime  85*081,  and  water 
14'319.    Dissolves  easily  in  nitric  acid. 
Pyr. — B.B.  like  pharmacolite. 

Obs. — Supposed  to  be  from  Baden  or  Joachimsthal,  according  to  E.  P.  Greg,  Jr.,  whose  cabi- 
net contained  the  only  specimen  that  has  been  observed ;  probably  the  latter  place,  according  to 
Vogl  (Min.  Joach.,  186).    It  is  associated  with  pharmacohte. 

Named  after  W.  Haidinger. 


518.  BRUSHITE.    G.  K  Moore,  Proc.  Acad.  Cal.,  iil  167,  1864,  Am.  J.  Sci.,  II.  xxxix.  1865. 

Monoclinic.    (7=62°  45',  I A  7=142°  26';  a:h:  c=0-5396  :  1  :  2-614, 
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/  A  i-l=10S°  4r,  1  A  a=101°  40',  1  A  1  =  156°  40'  (156°  20' 
by  approximate  ineasuremeiit),  -1  A  -1  (unobserved  planes)  = 
164°  22',  angle  between  edge  /  //  and  lines  of  cross  cleavage 
cl  {—()  on  ortliodi agonal  section  or  plane  i-i)  117°  — 11 7^"", 
and  between  same  edge  ///  and  edge  1/1  {—i-i  on  1-/)  = 
95°  — 95i°;  whence  6>  A  l-^=al)out  147°  30',  Dana.  Cleavage: 
clinodiagonal,  perfect  and  pearly ;  0  (parallel  to  cl)  perfect, 
crystals  often  breaking  transversely  along  this  plane.  Crys- 
tals small  and  slender.  Also  concretionary  massive,  consisting 
of  lamellar  individuals,  and  having  pearly  cleavages. 

H.  =  2— 2*5.  G.  =  2-208.  Lustre  of  i-\  pearly,  elsewhere 
vitreous,  and  in  part  splendent ;  when  massive,  earthy,  or  more 
or  less  resinous.  Colorless  to  pale  yellowish.  Transparent- 
translucent. 

Comp.— (§^Ca+^IIf P+4H,  or,  of  tlie  general  formula,  R^P  +  aq.  Analyses:  1, 
(L  c);  3,  Julieu  (ib.,  xl.  37y): 


460 


Moore 


^  Ca 

1.  Aves  I.        41-50  32-65 

2.  "  41-32  32-73 

3.  Sombrero     3y95  32-11 


26-33  =  100-48  Moore. 
26-40=  100-45  Moore. 

25-95,  Al,  Pe  0-33,  S  0-78,  hj-grosc.  1-23  =  100-35  Julieu. 


Pyr.,  etc. — Heated  in  a  closed  tube  whitens,  and  at  an  incipient  red  heat  gives  off  water.  B.B. 
in  the  platinum  forceps  fuses  easily  with  intumescence,  tinging  the  flame  green ;  the  button 
crystalline  with  brilliant  facets  on  cooling.  Dissolves  readily  in  dilute  nitric  and  muriatic 
acids. 

Obs. — Occurs  on  the  rock  guano  of  Aves  Island  and  Sombrero  in  the  Caribbean  Sea,  in  groups 
and  crusts  consisting  of  delicate  and  mostly  transparent  crystals.    Named  after  Gr.  J.  Brush. 

The  species  may  be  regarded  as  isomorphous  with  vivianite;  2a  :  b  :  of  brushite  equalling 
1-0792  :  1  :  1-307,  which  is  very  near  the  ratio  in  vivianite  given  on  page  557.  The  two  agree  m 
formula,  except  that  one  has  4H  and  the  other  8H.  It  is  isomorphous  also  with  pharmacolite 
if  the  prism  /(142"  26  )  be  regarded  as  corresponding  to  i-2  of  the  latter,  the  angle  of  which  ia 
141°  8'. 


519.  METABRUSHITE.    A.  A.  Julien,  Am.  J.  Sci.,  II.  xl.  37),  1865.    Zeugite  Julien,  ib., 
p.  373.    Ornithite  JuUen,  ib.,  p.  377. 


Monoclinic,  with  pearly  clinodiagonal  cleavage,  as  in  brushite. 
ring  planes,  the  clinodiagonal  i-i,  with  the 
two  orthodiagonal  i-i  and  -1-i,  gi^'i^^g  the 
section  in  the  annexed  figure.  Crystals  usu- 
ally having  i-i  broad  and  even,  but  not  shin- 
ing, and  the  other  planes  deeply  furrowed 
and  rounding  into  one  another,  as  in  hg.  462  ; 
sometimes  thin  and  flattened  parallel  to  i-t. 
Angle  i-iA-l-i  varying,  3S°— 40°,  mostly 


in  -  the  best  crystals 
clinodiagonal  perfect. 


38°-42°;   and  38' 
(Dana).  Cleavage 

H.  =2-5-3.  ^(y.  =  2'28S;  2-356,  2-362. 
Lustre  feeble,  except  on  the  cleavage-face, 
which  is  pearly,  somewhat  resinous  in  frac- 
ture. Color  pale  ycillow,  buff,  to  nearly 
white ;  streak  uncolored.  Translucent  to 
transparent.  Brittle. 


Occur- 


462 


554 
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Comp.— (I  Ca+i  11)^  ft— Phosphoric  acid  41-90,  hme  35-42,  -water  20-68  =  1(0;  or  same 
as  brushite,  excepting  one  less  of  water.    Analyses:  1,  Julien  (1.  c.) : 


P 

(1)42-72 


Oa 
32-98 


Mg 
0-52 


Al,  Fe 
0-79 


II 
21-83 


O-Oo,  hygrosc.  1-50=100-39  Jalien. 


The  water  included  some  organic  matter. 
Fyv.,  etc.— Same  as  for  brushite. 

Ob.s. — From  Sombrero,  coating  cavities  in  guano  and  the  coral  rock  altered  by  filtrations  from 
the  overlying  guano.    Crystals  sometimes  1  inch  long  and  ^  inch  broad. 

This  compound,  as  Julien  states,  has  been  recognized  as  an  artificial  salt  by  Raewsky  a:  d  Berzelius. 

Alt. — The  crystals  of  metabrushite  from  Sombrero  are  often  hollow  from  the  removal  of  the 
interior,  and  otherwise  altered.    Julien  describes  the  following  varieties: 

1.  II.  =  3-2n.  G.  =  2-971.  The  crust  of  the  hollow  crystals  thin,  and  surfaces  within  and  with- 
out often  coated  by  minute  rhombs  of  calcite;  the  zeugite  of  Julien.  2.  Crust  rather  thicker, 
without  a  glittering  surface  of  calcite  rhombs.  3.  Gr.  =  2-988 — 3-030;  la  narrow  blades  sometimes 
an  inch  long;  the  cr\ist  tliick,  the  crystals  being  nearly  or  quite  solid. 

4.  Orruihite  of  Julien,  from  Sombrero  (1-  c,  p.  :-)77>,  appears  also  to  be  altered  metabrushite,  its 
crj'-stals  presenting  tlie  same  forms  and  habit,  but  usually  quite  small  and  very  thin  parallel  to  the 
orthodiagonal ;  also  sometimes  thin  parallel  to  the  clinodiagonal,  and  acute  rhombic  m  section  ; 
angle  i-i  A  -l-2=about  3S° ;  H.  =  2-n.  The  analysis  given  was  made  on  oaly  one-tenth  of  a  gram, 
and  the  results  are  hence  unavoidably  doubtful. 

Analyses  of  1,  3,  4,  afforded  JuUen  (the  water  including  some  organic  matter) : 


^  Ca  H  Mg 

Var.  1.  Zeugite  (f)  46-55  44-21  3-02  3  59 

Var.  3.      "           43-24  48-87  3'98  0-.^6 

Var.  4.  OrniiUte    40-14  45-77  9-45   


0-19 
0-18 


0-  66 

1-  02 
4-t;2 


C 

0- 24 

1-  74 


Na  CI 

1-08  =  99-54  Julien. 
?  =99-59  Julien. 
. — =9;^ -98  Julien. 


In  1,  0.  ratio  for  1?,  Ca  (impurities  excluded)  =  2-95  :  1-56;  ornithite  corresponds  nearly  to  the 
formula  Ca'"*  P  +  2  aq. 

There  occur  also  hemispherical  stellated  groups  of  white  crystals,  as  altered  ornithite,  which 
Mr.  Julien  has  not  analyzed,  but  supposed  to  be  the  same  compound  minus  the  water.  One 
crystal  of  the  so-called  ornithite  examined  by  the  author  had  on  its  edges  and  surface  microscopic 
tufts  of  aeicular  crystals. 

Epighiubite  and  crystallized  Glaubapatiteof  ^lie^avdi  (Am.  J.  Sci.,  II.  xxii.  96,  1856).  One  or  the 
other  of  these  may  be  metabrushite  or  brusliite.  Olaubapatite  has  already  been  remarked  upon 
on  page  5:'.5.  It  may  be  added  that  there  is  further  proof  that  no  such  guano  compound  exists 
(combination  of  sulphate  of  soda  and  phosphate  of  lime)  in  that  A.  A.  Julien  has  found  no  endence 
of  it  in  his  investigations.  His  results  suggest  that  Shepard's  soda  may  have  come  from  common 
salt  present,  and  his  sulphuric  acid  from  sulphate  of  hme 

Ejngkaibite  is  described  as  occurring  in  "  small  aggregates  or  interlaced  masses  of  minute  semi- 
transparent  crystals  of  a  shining  vitreous  lustre,  wliich  are  always  implanted  on  druses  of  glaub- 
apatite,  with  H.=about  2-5,"  and  as  being  "  a  largely  hydrate  phosphate,  chiefly  of  lime,  and  may 
also  contain  magnesia  and  soda."  It  is  not  impossible  that  the  mineral  is  metabrushite,  although 
some  characters  are  inconsistent  with  such  a  conclusion.  If  so,  the  name  ep/glaubite  (meaning 
occurring  implanted  on  glaubapatite)  is  inapplicable,  and  should  be  rejected. 


520.  PHARMACOIilTE.  Arseniksaurer  Kalk  (von  Wittichen)  Selb,  Scherer's  J.,  iv.  537, 
1800.  Pharmakolit  Karsten,  Tab.,  75,  1800.  Arsenikbliithe  Werw.,  pt.  Arseuiate  of  Lime. 
Chaux  arseniatee  Fr.  Picropharmacolit  Stromeyer,  Gilb.  Ann.,  Lxi.  185,  1819.  Arsenicite 
Beud.,  Min.,  ii.  598,  1832. 

Monoclinic.    /A  7=111°  6\  f  2  A  ^'-2-=Ul°  8', 


a  A^-2=:109^ 
a  A  1=121° 


26',  i-i  A  ^-1=90°,  1  A  1  =  117°  24^ 
28^  ^-^  A  1=95°  46',  i-i,  on  edge 
1/1,  =  83°  14'.  Cleavage:  i-i  eminent.  One  of 
the  laces  1  often  obliterated  by  the  extension  of 
che  other.  Surfaces  i-i  and  ^-2  usually  striated 
parallel  to  their  mutual  intersection.  Rarely  in 
crystals ;  commonly  in  delicate  silky  fibres  or  acicu- 
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lar  crystallizations,  in  stellated  groups.  Also  botryoidal  and  stalactitic 
and  sometimes  massive. 

H.  =  2  — 2'5.  G.  =  2'()-l— 2'T3.  Lustre  vitreous  ;  on  i-i  inclining  to  ])early. 
Color  white  or  o-rayisli ;  frecjuently  tin<i:ed  red  by  arsenate  of  c<)l)alt.  Streak 
white.    Translucent — opaque.    Fracture  uneven.    Thin  laniinai  Mexible. 

Comp.— (I  Ca  +  }i  +  5  n^Arsenic  acid  51-1,  lime  24-9,  water  24:-0  =  100.    Analyses:  1, 

Khproth  (Beitr.,  iii.  277);  2,  John  (Cli.  Unters.,  ii.  221);  3,  Raminelsberg  iPogg.,  Ixii.  laU): 

Is         Ca  n 

1.  Wittichen  50-54  25  00  •24'4B  =  l(iO  Klaprotli. 

2.  Andreasberg  45-68  27-28  2H-86=yG-82  John. 

3.  Glucksbrunn  51-58  23-59  28-40,  Co,  Fe  1-43  =  100  Ramm. 

Tlie  cobalt  in  the  last  is  attributed  to  a  mixture  with  cobalt  bloom.  Turner  obtained  for  a 
specimen  of  unknown  locality  (Brewst.  J.,  iii.  '-'OH]  Arsenate  of  lime  79*01,  water  2' •!);)=  1  GO. 
The  name  arsenicite  is  applied  by  Beudant  to  the  mineral  analyzed  by  John  on  the  ground  of  tho 
analysis  alone 

Pyr.,  etc. — In  the  closed  tube  yields  water  and  becomes  opaque.  B.B.  in  O.F.  fusf^s  with 
intumescence  to  a  white  enamel,  and  colors  the  flame  light  blue  (arsenic).  On  ch;ircr);il  in  R.F. 
gives  arsenical  fumes,  and  fuses  to  a  semi-transparent  globule,  sometimes  tinged  blue  from  traces 
of  cobalt.  The  iguited  mineral  reacts  alkaline  to  test  paper.  Insoluble  in  water,  but  readily 
soluble  in  acids. 

Obs. — Found  with  arsenical  ores  of  cobalt  and  silver.  Has  been  found  at  Wittichen,  Baden,  in 
crystals;  at  St.  Marie  aux  Mines  in  the  Vosges,  in  botryoidal  or  globular  groups;  at  Audreas- 
berg  in  the  Ilarz.  and  at  Riechelsdorf  and  Bieber  in  Hessia ;  at  Glucksbrunn  in  Thiiriiigia  ;  at 
Joacliimstlial  in  Bohemia. 

This  species  was  named,  in  allusion  to  its  containing  arsenic,  from  m'wun.'if,  poison. 

Yievving  the  form  as  above,  it  is  remotely  homoeomorphous  with  cobalt  bloom  and  vivianite. 


5'iOA.  Picropharmacolite  of  Stromeyer,  from  Eiechelsdorf  (1.  c,\  contains  Arsenic  acid  46-07, 
lime  24-(35..,  magnesia  3-2-2,  oxyd  of  cobalt  TOO,  water  2;i-0(5  =  99  s2,  aftbrdiug  the  formula 
(Oa,  Mg)^  As--r-12  H,  Ramm  ;  but  it  is  probably  impure  pharmacoHte.  The  prefix  pitro^  from 
-£<po>,  biitu\  alludes  to  the  magnesia  present. 


521.  OHUROHITE.  A  new  British  mineral  containing  cerium  A.  H.  Clmrch,  Ch.  News,  xii. 
121,  1865.  Churchite  C.  G.Williams,  ib.  183.  Hydrated  Cerous  Phosphate  Clmrch,  3.  Ch.  See, 
II.  iii.  259,  1865. 


Monoclinic  ?  In  fan-like  aggregations  of  mimite  crystals.  Cleavage 
perfect  in  one  direction  (the  clinodiagonal  ?)  ;  also  radiated  columnar. 

H.  =  3.  G.  =  3*14?  Lnstre  vitreous;  pearly  on  cleavage  plane;  color 
pale  smoke-gray,  tinged  with  Hesh-red.  Streak  white.  Transparent  to 
translucent.    Fracture  conclioidal.    Doubly  refracting. 

Oomp.— 0.  ratio  for  it,  P,  H=3  :  5  :  4;  (f  Ce-f^Ca)^  P  +  4  H=Phosphoric  acid  27-73,  ceria 
52-73,  lime  5-47,  water  14-07  =  100.  Analysis  :  Church  (J.  Ch.  Soc,  II.  iii.  262): 

3^  Ce  <!5a  H 

28-48  51-87  5-42  14-93  =  100-70  Church. 

Pyr.,  etc. — B.B.  in  tube  yields  acid  water,  becoming  opaque.  In  outer  flame  becomes  reddish, 
and  difficultly  soluble.  With  borax  in  outer  flame  gives  a  bead  which  is  orange-yeUow  and  opaline 
while  hot.  and  colorless  or  slightly  amethystine  when  cold. 

Obs. — Occurs  at  Cornwall,  in  a  copper  lode,  as  a  coating  -fn  of  an  inch  tliick  on  quartz  and 
argillaceous  scliist.  C.  G.  Williams  (1.  c.)  has  proved  churchite  to  contain  didj-mium.  Church 
obtained  a  trace  of  fluorine.  Cleavage  takes  place  parallel  to  a  rhombic  plane,  which  Maskelyua 
Jails  the  hasat  plane. 

Named  after  Prof.  A.  H.  Church,  of  Cirencester,  Eng. 
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522.  HCERNESITE.    Hornesit  Haid.,  Verb.  G.  Reichs ,  41,  1860,  Ber.  Ak.  Wien,  xl  18 

1860. 

Monoclinic.  Cleavage  eminent  in  one  direction,  like  talc.  Also  colum- 
nar ;  stellar-foliated. 

H.= 0-5  —  1.  G. =2*474  Cleavage  pearly.  Color  snow-white.  Folia 
transparent,  flexible. 

Oomp. — Hg^^s+S  H=:  Arsenic  acid  46-6,  magnesia  24-3,  water  29'1  =  100,  ana]ogous  to  vivian- 
ite.    Analysis:  v.  Hauer  (I  c): 

Is  46  33  Mg  24-54  H  29-0l  =  99'94. 

Pyr.,  etc. — In  a  glass  tube  gives  much  water.  B.B.  fuses  easilj,  and  on  cbarcoal  affords  tbe 
odor  of  arsenic.    Insoluble  iu  water  and  easily  soluble  iu  acids. 

Obs. — First  distinguished  by  Kenngott  in  minerals  from  the  Bannat  (vicinity  either  of  Cziklowa 
or  Orawitza)  in  the  Imperial  Mineral  Cabinet  at  Vienna.  Occurs  in  a  coarsely  granular  cal- 
cite,  containing  also  some  garnets. 

Named  after  Dr.  Homes. 


523.  RCESSLERITE.    R.  Blum,  Jahresb.  Wett.  Ges.  Hanau,  32,  1861. 

In  thin  crystalline  plates,  with  columnar  or  fibrous  structure.  Cleav- 
age apparent  in  one  direction.    Also  in  vermiform  efflorescences. 

H.  =  2  — 3.  G.=  ?  Lustre  vitreous  to  dull.  Colorless  or  white. 
Transparent  to  translucent.    Becomes  opaque  and  dull  on  exposure. 

Comp. — (I  Mg  +  i  H)^Xs4- 12  H= Arsenic  acid  39-65,  magnesia  13  80,  water  46-55.  Analysis 
by  Delfifs  (1.  c): 

Is  40-16  Mg  14-22  Ce  tr.  H  45-62 

Pyr.,  etc.— B.B.  fuses  to  a  white  enamel,  and  in  a  closed  tube  gives  water.  On  charcoal  gives 
arsenical  fumes.    Soluble  in  muriatic  acid. 

Obs. — Occurs  in  the  Kupferschiefer,  at  Bieber,  with  pharmacolite  and  erythrite. 
Named  after  Dr.  C  Bossier  of  Hanau. 

A  mineral  in  monoclinic  crystals  occurs  at  Joachimsthal  and  Kremnitz,  which,  according  to 
Tschermak  (Anzeig.  Ak.  Wieu,  1867,  218),  has  the  composition  (|  Mg  +  ^  Hj^  A.s+8  H,  and  which 
is  probably  roesslerite. 

624.  VIVIANITE.  Bloa  Jarnjord,  Naturligit  Berlinerblatt,  Calx  Martis  phlogisto  juncta,  etc., 
CronsL  182,  1758.  Cseruleum  Berolinense  nativum  Born.,  Lithoph.,  i.  136,  1772.  Oere  martiale 
bleue.  Bleu  de  Prusse  natif,  de  Lisle,  iii.  295,  1783.  Naturliche  Berlinerblau,  Phosphorsaurer 
Eisen,  Klapr.,  Crell's  Ann.,  i.  390,  1784.  Eisenblau,  Blaueisenerdo,  Germ.  Yivianit  (fr.  Corn- 
wall) Wern.,  Leztes  Miu.  Syst,  7  817,  41;  Breith.,  Hoffm.  Min,  iv.  b,  146,  1817.  Phosphate 
of  Iron.  Blue  Iron  Earth.  Per  phosphate.  Per  azure,  Fr.  Eisenghmmer  Mohs,  Min,,  212,  1824. 
Eisen-PhylUt  Breifh.,  Char.,  26,  1823.  Glaukosiderit  Glocker,  Handb.,  857,  1831.  MuDicite 
Thorns  ,  Min.,  i.  452,  1836.    Anglarite  Berthier,  Ann.  d.  M.,  III.  xii.  303,  1837. 

Monoclinic.  6'=71°  25',  I A  7=111°  12',  0  A  1-^  =  145°  33',  a  :  h  :  c= 
1'002  :  1  :  1*381:3.  Observed  planes:  O;  vertical,  i-i,  I,  i-l,  ^-3 ;  clino- 
domes,  ^-l^  l-l;  liemidomes,  ^-i,  l-^,  2-^',  -l-^;  liemioctahedral,  -J,  1,-^^  -1. 

i-{  A  1-{=125°  4r       1  A  1,  front,  =  119°  10'  i-l  A  l-^=90°  0' 

i-i  A  -l-i=U4:  20        1  A  1-^=119  35  i-S  A  i-S  =  154:  14 
i-{  A  7=145  36           1  A  ^  1=120  25  i  A  i,  front,  =  140  52 

i-i  A  ^-3  =  167  7  14  A  l-i,  top,  =  lll  6        OA  i-i=10S  35 
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^Surface  i-\  smooth,  others  striated.  Cleavage:  highly 
])erfect ;  i-i  and  i-i  in  traces.  Often  renitbrm  and  glob- 
ular. Structure  divergent,  fibrous,  or  earthy ;  also  in- 
crusting. 

H.  =  l-5  — 2.  G.  =  2-5S  — 2-OS.  Lustre,  i-l  pearly  or 
metallic  pearly;  other  faces  vitreous.  Coh)r  white  or 
colorless,  or  nearly  so,  when  nnakered ;  often  blue  to 
green,  deepening  on  exposure  ;  usually  green  when  seen 
perpendicularly  to  the  cleavage  -  face,  and  blue  trans- 
versely; the  two  colors  mingled,  producing  the  ordinary 
dirty  blue  color.  Sti-eak  colorless  to  bluish-white,  soon 
changing  to  indigo-blue;  colur  of  the  dry  powder  often 
liver-brown.  Traiisparent — translucent ;  becoming  opaque 
on  exposure.  Fracture  not  observable.  Thin  lamina? 
flexible.  Sectile. 


464 


Comp. — Fe^P  +  >i H=Pliosphoric  acid  28-3,  protoxyd  of  iron  43*0,  water  28-7=:100,  wheu 
colorless,  being  isomorphous  vd'ih  erythrite;  hnt  chau.ffes  readily,  owing  to  oxydation  of  tbd 
iron ;  analysis  afforded  Rammelsberg  6  (Fe'  P  +  8  H)  +  Fe'  P-+  8  H). 

Analyses:  1,  Yogel  (G-ilb.  Ann.,  lix.  174);  2,  Rammelsberg  (Pogg.,  Lxi^.  411);  3,  Stromeyer 
(Unters.,  274);  4,  5,  Rammelsberg  (Pogg.,  Ixiv.  411);  6,  Brandes  (Scbw.  J.,  xxxi.  77);  7,  Tbomsou 
(Miu.,  i.  452);  8,  W.  Fisher  (Am.  J.  Sci.,  II.  ix.  84);  9,  Rammelsberg  (J.  pr.  Ch.,  Ixxxvi.  344j: 

H 

3 1-0  =  98 -4  Vogel. 
und.  Rammelsberg, 
27-4S  =  99-89  Stromever. 


5? 

3Pe 

Fe 

1. 

Bodenmais 

26-4 

41-0 

2. 

29-01 

11-60 

35-65 

3. 

St.  Agnes,  Cornwall 

31-18 

41-23 

4. 

X.  Jersey,  MulUcite 

28-40 

1206 

33-91 

5. 

12-06 

33-98 

6. 

Hillentrup 

30  32 

43-78 

MuUiciie 

26-06 

4*-.-31 

8. 

Delaware 

27-17 

44-10 

9. 

AUentown,  X.  J. 

28-81 

4-26 

38-26 

7-49  (■  _ 


Rammelsberg. 


G.  =  2-58. 
99-82  Brandes. 


25-00,  Al  0-7.  Si  0-02  = 
27-14=99-51  Thomson. 

27-  9o,  Sihca  0-10  =  99-32  Fisher. 

28-  67  =  100  Rammelsberg.    G.  =  2-68. 

Other  analyses,  probably  of  this  species  more  or  less  impure  or  altered,  have  afforded :  1 0. 
Berthier  (Ann.  d.  M.,  xii.  303);  11,  Segeth  (J.  pr.  Ch.,  xx.  2.56);  12,  Klaproth  (Beitr.,  iv.  120);  13, 
Berthier  (1.  c.);  14,  15,  Struve  (Bull,  phys.-math.  Ac.  St.  Petersb.,  xiv.  171,  1856);  16,  C.  A.  Kurl- 
baum  (Am.  J.  Sci,  II.  xxiii.  422 j: 


P 

10.  Allevras.  Blut  Iron  Earth  23-1 

11.  Kertsch.        "  "  24-P5 

12.  Eckartsberg,  "  "  32-0 

13.  An^lar.  Anglarite  2  7 '3 

14.  Kertsch  29-17 

15.  Barguis,  earthy,  blue  19-79 

16.  AUentown,  X.  J.,  "  29-65 


21-34 
33-11 
18-45 


Fe  H 

43-0  32-4.  ^1  0-6,        0-3  =  99-4  Berthier. 

48-79  26-26=100  Segeth. 

47-5  20-0  =  99-5  Klaproth. 

56-0  16-5  =  99-8  Berthier. 

21-54  27-50  =  99-55  Struve.    G.  =  2-72. 

13-75  26-10,  Mg  7-37  =  100-12  Struve. 

27-62  25-60,  Mg  0-u3=  101-35  Kurlbaura. 


The  anglarite  corresponds  to  the  formula  Fe^P+4H;  it  is  probably  massive  vivianite. 
A  vivianite  from  JSTew  Zealand  afforded  R.  Pattison  (Phil.  Mag.,  III.  xxv.  495): 

Phos.  iron  62-8,  water  28-4,  organic  matter  2-8,  silica  5-2  =  99-2. 

Pyr.,  etc. — In  the  closed  tube  yields  neutral  water,  whitens,  and  exfoliates.  B.B.  fuses  at 
1-5,  coloring  the  flame  bluish-green,  to  a  grayish-black  magnetic  globule.  With  the  fluxes  reacts 
for  iron.    Soluble  in  muriatic  acid. 

Obs. — Occurs  associated  with  pyrrhotite  and  pyrite  in  copper  and  tin  veins ;  sometimes  in 
narrow  veins  with  gold,  traversing  gray-wacke ;  both  friable  and  crystallized  in  beds  of  clay,  and 
sometimes  associated  with  limonite.  or  bog  iron  ore;  often  in  cavities  of  fossils  or  buried  bones. 

At  St.  Agnes  in  Cornwall  transparent  indigo  crystals  have  been  found,  1  in.  in  diameter  and  -i  long, 
on  pyrrhotite  ;  at  "Wheal  Falmouth,  and  near  St.  Just;  in  Devonsliire,  near  Tavistock  ;  at  Boden« 
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mais,  and  the  gold  mines  of  Yorospatak  in  Transylvania,  in  crystals ;  on  the  promontory  of  Kertscli, 
in  the  Black  Sea,  in  large  indistinct  crystals  in  the  interior  of  shells.  The  earthy  variety,  some- 
times called  Hue  iron  earth  or  native  Prussian  blue  {Fer  azure),  occurs  in  Greenland,  Syria.  Carin- 
thia,  Cornwall,  etc.  The  friable  varieties  in  bog  iron  ore  in  several  peat  swamps  in  the  Shetlana 
Isles,  at  Ballagh  in  the  Isle  of  Man,  accompanying  sometimes  the  horns  of  the  elk  and  deer,  and 
near  an  old  slanghter-house  in  Edinburgh.  At  Cransac,  France,  in  crystals  formed  after  the 
burning  of  a  coal  mine. 

In  N.  America,  it  occurs  in  K  York,  at  Harlem,  in  crystals  accompanying  stilbite  and  feldspar  in 
fissures  in  gneiss.  In  Xew  Jersey,  at  Imleytown,  in  dark  blue  crystals  ;  at  Allentown,  Monmouth 
Co.,  in  considerable  abundance,  both  crystallized,  in  nodules,  and  earthy,  imbedded  in  bog  iron  ore, 
and  associated  with  clays;  at  MuUica  HiU,  Gloucester  Co  {Muliicite),  in  cylindrical  masses,  con- 
sisting of  divergent  fibres  or  acicular  cr3'Stals;  at  Franklin,  occasionally;  it  often  fills  the  Ulterior 
of  belemuites  and  other  fossils  in  the  Ferruginous  sand  formation.  M^o  in  De  'aicare  (see  anal.  S 
above).  4  m.  "W.  of  CantweU's  Bridge,  and  near  Middletown,  in  Green  sand,  m  fine  large  crystals 
which  are  colorless  when  first  obtained,  evidently,  as  Fisher  observed,  containing  only  protoxyd 
of  iron;  near  Cape  Henlopen,  in  Sussex  Co.  In  Maryland,  in  the  north  part  of  Somerset  and 
"Worcester  Cos.  In  Virginia,  with  bog  ore  in  Stafford  Co ,  and  «  or  10  ra.  from  Falmouth,  with 
gold  and  galenite.    In  Canada,  with  limonite  at  Vandreuil,  abundant. 

Xamed  by  Werner  after  J  G.  Vivian,  an  English  mineralogist  who  discovered  the  specimens  in 
Cornwall.  ^Yerner  was  not  aware  of  their  identity  with  the  Blaueisenerde  when  he  gave  the 
name. 

Alt. — Becomes  altered,  as  above  stated,  through  the  oxydation  of  the  iron,  which  the  analyses 
given  illustrate.  Tschermak  obtained  (Ber. _Ak.  Wien,  xlix.  342)  for  an  altered  viviauite  in  crystals 
from  a  cabinet  in  Vienna,  P  30-5,  Fe  55-0,  Na  To,  H  14-0  —  10!.  G.  =  2-^i5;  lustre metahio-pearly ; 
color  cu  face  of  cleavage  pinchbeck-brown,  elsewhere  blackish-brown;  streak  ochre-yellow. 

5erntW72/fe  Breithaupt  (Handb.,  J5G,  1841,  B.  H.  Ztg.,  1853,  402)  is  of  similar  origin  and  char- 
acter. It  occurs  in  small  foliated  and  columnar  aggregations,  with  one  perfect  metallic-pearly 
cleavage,'  having  H.  =  2;  G.  =  2'ST8;  color  hyacinth-red  to  reddish -brown  ;  streak  dirty  yeUow. 
I'lattner  found  it  to  be  a  hydrous  phosphate  of  sesquioxyd  of  iron.  From  St.  Benigua,  near 
Berauu,  in  Bohemia ;  and  reported  also  from  Wheal  Jane,  near  Truro,  England,  by  Greg,  associ- 
ated with  pure  and  altered  vivianite 

525.  SYMPLESITE.    Symplesit  Breith.,  J.  pr.  Ch.,  x.  501,  1837. 

Moiiocliiiic.  Ill  form  resembling  erytlirite.  Cleavage  perfect  parallel 
with  the  cliiiodiagonal  face.  In  minute  prismatic  crystals;  also  aggre- 
gated 

H.i=  2*5,  nearly.  G.  =  2'957.  Lustre  of  cleavage-face  pearly  ;  elsewhere 
vitreous.  Color  pale  indigo,  inclined  to  celandine-green ;  sometimes 
between  leek-  and  mountain-green.  Streak  bluish-white.  Subti'ansparetit 
to  translucent. 

Comp. — Supposed  to  be  an  arsenate  of  the  protoxyd  of  iron. 

Pyr.,  etc. — In  the  closed  tube  yields  much  water ;  at  a  high  temperature  some  arsenous  acid 
subhmes,  imparting  an  acid  reaction  to  the  water,  and  giving  a  black  magnetic  residue.  B.B.  in 
the  forceps  infusible,  but  colors  the  outer  flame  light  blue  (arsenic),  and  becomes  black  and 
magnetic.  On  charcoal  gives  a  strong  arsenical  odor.  With  the  fluxes  reacts  for  iron,  and  gives 
also  traces  of  manganese  and  sulphuric  acid  (Plattner). 

According  to  Breithaupt,  when  heated  m  a  glass  tube,  it  turns  brown,  and  loses  26|  p.  c.  of 
water.    Plattner  found  241-  p.  c. 

Obs.— Occurs  at  Lobenstein  in  Voigtland,  with  spathic  iron. 

B26.  ERYTHRITE.  Kobold-Bliithe  Briickmann,  Magnaha,  161,  etc.,  1727.  Kobolt  Blomma, 
Flos  Cobalti  [the  cryst.],  Koboltbeslag  [impure  earthy],  Cobalti  minora  colore  rubro.  etc.. 
Wall.,  Min.,  234,  1747.  Koboltbliite,  Koboltbeschlag,  Ochra  Cobalti  rubra,  Cronstedt,  212,  1758. 
Kobaltbliithe  Germ.  Cobalt  Bloom,  Red  Cobalt,  Cobalt  Ochre.  Cobaltum  acido  arsenico 
mineralisatum  Bergmann,  Sciagr.,  134,  1782,  Opusc,  ii.  446,  1780  (first  anal).  Arseniate  of 
Cobalt.  Cobalt  arseniate  Fr.  Erythrine  Beud.,  Min.,  ii.  596,  1832.  Rhodoise  Hwtt,  1313, 
1841. 


Monoclinic.    (7=70°  54',  I A  7=111°  16',  0  A  1-^=146°  W ;  a  :  h  :  c 


HTDEOrS  rilOSPHATES  AXD  AESEXATES. 
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=0-9747  :  1  :  1*3S18.    Observed  planes  as  in  the  annexed  figure,  together 


with  3-/  and  |-z  between  i-i  and  1-i. 


i-i  A  i-}=dir  0' 

i-i  A  l-/=12-l:  51 

1-i  A  1  =  149  12 


i-i  A  •2-|-=155°  b' 
i-i  A  A=137  6 
130  10 


2       ^  2 


^•-1  Ai4=94M2' 
i-l  A  1  =  120  48 
1  A  1=118  24 
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Surfaces  i-i  and  1-i  vertically  striated.  Cleavage :  i-l 
highly  perfect,  i-i  and  1-i  indistinct.  Also  in  globular 
and  reniform  shapes,  having  a  drusy  surface  and  a  colum- 
nar structure  ;  sometimes  stellate.  Also  pulverulent  and 
earthv,  incrusting. 

H.  =  l-5  — 2-5    the  lowest  on  i-l    G.  =  2'948.  Lustre 
of  i-l  pearh" ;  other  faces  adamantine,  inclining  to  vitre- 
ous :  also  dull  and  earthy.    Color  crimson  and  peach-red,  SclineeiDero-. 
sometimes  pearl  or  greenish-gray;  red  tints  incline  to 
blue,  perpendicular  to  cleavage-face.    Streak  a  little  paler  than  the  color  ; 
the  dry  powder  deep  lavender-blue.    Transparent — >ubtranslucent.  Frac- 
ture not  observable.    Thin  laminae  flexible  in  one  direction.  Sectile. 


Var. — 1.  Crystallized  aud  foliated.  2.  Earthy.  The  latter  is  the  earthy  cobalt  bloom  (Kobalt- 
beschlag  Germ..  Rhodolse  Huot). 

Comp. — Co^  Xs-i-8  11  =  Arsenic  acid  3S'i-:^,  oxyd  of  cobalt  37  55,  water  24-02;  Co  often  partly 
replaced  by  Fe,  Ca,  or  Xi.  Analyses :  1,  Bucholz  (Gehleu's  J..  II.  ix.  30S) ;  2,  Laugier  (Mem.  d. 
Mus.  d'hist.,  Is.  233);  3.  4,  5,  Kersten  (Pogp:.,  be.  251);  6,  Lindaker  (Yogi's  Joach.) : 


•v. 

As 

Co 

Xi 

Fe 

Ca 

H 

1. 

Riechelsdorf 

37 

39 

22  =  9S  Bucholz. 

2. 

Allemont 

40-0 

20-5 

9-2 

5-5 

24 -5  =  99  7  Laugier. 

3. 

Schueeberg 

S8-43 

36-52 

1-01 

24-10=100-06  kersten. 

4. 

38-30 

33-42 

4-01 

24-08  =  99-81  Kerdten. 

5. 

It 

3810 

29-19 

8-00 

23-90  =  99-19  Kersten. 

6. 

Joach  imsthal 

36-42 

23-75 

11-26 

3'51 

0-42 

23-52,  S  0-86  =  99-74  Lindaker. 

Pyr.,  etc. — In  the  closed  tube  yields  water  at  a  gentle  heat  and  turns  bluish ;  at  a  higher 
heat  gives  off  arsenous  acid,  which  condenses  in  crystals  on  the  cool  glass,  and  the  residue  has  a 
dark  gray  or  black  color.  B.B.  in  the  forceps  fuses  at  2  to  a  gray  bead,  and  colors  the  tiame 
light  blue  (arsenic).  B.B.  on  charcoal  gives  an  arsenical  odor,  and  fuses  to  a  dark  gray  arsenid, 
which  with  borax  gives  the  deep  blue  color  characteristic  of  cobalt.  Soluble  in  muriatic  acid, 
3;iving  a  rose-red  solution. 

The  earthy  cobalt  bloom,  of  a  peach-blossom  color  (kobaltbeschlag),  is  shown  by  Kersten  to  be 
Dobalt  bloom,  with  some  free  arsenous  acid.    He  obtained : 

Is  As  Co         Fe  H 

1.  Schneeberg  51-00       19-10       16-60       2-10       11-90  =  100-70. 

2.  Aunaberg  48-10       20-('0       18-30    12-13  =  98'53, 


with  a  trace  of  nickel,  lime,  and  sulphuric  acid  (Pogg.,  Ix.  262  ^. 

Obs. — Occurs  at  Schneeberg  in  Saxony,  in  micaceous  scales,  stellularly  aggregated :  in  bril- 
liant specimens,  consisting  of  minute  aggregated  crystals,  at  Saalfeld  in  Thuringia;  also  at 
Rie.'helsdorf  in  Hessia;  Wolfach  and  Wittichen  in  Baden;  M^odum  in  Xorway.  The  earthy 
peach-blossom  varieties  have  been  observed  at  Allemont  in  Dauphiny;  in  Cornwall  at  the 
Botallack  mine,  St.  Just,  etc.;  near  Alston  in  Cumberland;  near  Killarney  in  Ireland.  A  per- 
fectly green  variety  occurs  at  Flatten  in  Bohemia,  aud  sometimes  red  and  green  tinges  have  been 
observed  on  the  same  crystals. 

Erythrite,  when  abundant,  is  valuable  for  the  manufacture  of  smalt.  Named  from  ipv6o6s, 
-ed. 
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526 A.  RosELiTE.  The  roseliie  of  Levy  (Ann.  Phil.,  II.  rlii. 
489,  1824,  and  Ed.  J.  Sci ,  ii.  177)  is  probably  a  variety  of  cobalt 
bloom  ;  and  Kersten  suggests  that  it  may  be  identical  with  the 
variety  in  the  third  of  his  analyses  above,  which  contains  hme 
an  element  detected  by  Children  in  roselite.  The  form  hcrt 
given  is  from  Levy.  Haidinger  makes  it  a  twin  with  composi- 
tion parallel  to  i-i. 

Orthorhombic.  /A  7=132°  48'.  0  A  1-?=158'  2'.  Cleavage 
distinct  and  brilliant,  parallel  to  i-l.  It  is  deep  rose  red,  with  the 
lustre  vitreous,  and  H.  =  H. 

Its  only  known  locality  is  at  Schneeberg  in  Saxony,  where  it 
has  been  found  in  small  quantities  on  quartz.    Named  after  G.  Rose,  of  Berlin. 


Amorphous,  with  a  greasy  lustre, 
Color  lavender-blue.    Streak  paler 


.^?BB.  Iavexdulax  (Breithaupt  J.  pr.  Ch.,  x.  505,  18.*^7). 
niclining  to  vitreous.  H.  =  2-5  — 3.  G.  =  3-014,  Breithaupt. 
blue.    Tran.<=lncent.    Fracture  conchoidal. 

Contains,  according  to  Plattner.  arsenic,  and  the  oxyds  of  cobalt,  nickel,  and  copper,  with 
water.  J.  Lhidaker  ( Jahrb.  G.  Reichs..  iv,  555)  found  oxyd  of  copper  as  a  promiueut  ingredient 
with  the  otliers  mentioned.  Fuses  easily  before  the  blowpipe,  coloring  the  tlame  deep  blue,  and 
yielding  a  globule  which  becomes  crystalline  on  cooling.  On  charcoal  yields  an  arsenical  odor. 
"With  the  fluxes  gives  the  reaction  of  cobalt.  Occurs  at  A.nnaberg  in  Saxoay,  with  cobalt  and 
other  ores,  and  is  a  result  of  their  alteration. 


527.  ANNABERGITE.  Ochra  Niccoli,  Xiccolum  calciforme,  Cronst,  Min.,  21^,  1758.  Xickel- 
ocker.  Xickelbliitlie.  Xickel  Ochre;  Nickel  Green;  Arseniate  of  Nickel.  Nickel  Arsei.iate. 
Annabergite  B  &  M.,  503,  1852. 

Monoclinic.    In  capillary  crystals  ;  also  massive  and  disseminated. 


Soft.  Color  fine  apple-green, 
or  earthy. 


Streak  sfreenish- white.   Fracture  uneven, 


Comp.—Ni' As +  8  Arsenic  acid  38*6,  oxyd  of  nickel  37*2,  water  24-2  =  100.  Analyses  :  1, 
Berthier  (Ann.  Ch.  Phys.,  xiii.  52);  2,  Stromeyer  (Schw.  J.,  xxv.  220 j;  3-5,  Kersten  (Pogg.,  Ix. 
251): 


1.  Allemont 

2.  Riechelsdorf 

3.  Schneeberg 

4.  " 

5.  " 


As 
36-8 

36-  97 
38-30 
38-90 

37-  21 


Ni 
36-2 
3735 
86-20 

35-  01) 

36-  10 


Co 
2-5 

1-53 


H 
25-5  = 
24-:s2, 

23-  91, 

24-  02. 
23  92' 


TOO  Berthier. 

Fe  1-13,  S  0-23  =  100  Strom. ;  some  Co  with  Ni. 

Fe  tr.  =  d9  d4:  Kersten. 

"  2-21  =  100-13  Kersten. 

"  1-10,  As  0-.. 2  =  98-85  Kersten. 


Pyr.,  etc. — In  the  closed  tube  gives  off  water  and  darkens  in  color.  B.B.  fuses  easily,  and  on 
charcoal  gives  an  arsenical  odor  and  yields  a  metallic  button,  which  -with  borax  glass  gives  at 
first  a  cobalt-blue  glass,  and  later  the  violet  to  reddish-brov,ni  color  characteristic  of  nickel ;  in 
R.F.  it  becomes  gray  from  reduced  nickel.    Soluble  in  acids. 

This  species  is  probably  isomorphous  with  erythrite. 

Obs. — Occurs  on  smaltite  at  Allemont  in  Dauphiny,  and  is  supposed  to  result  from  the 
decomposition  of  this  ore;  also  at  Kamsdorf.  near  Saalfeld;  at  Annaberg;  at  Riechelsdorf,  and 
other  mines  of  nickel  ores.  It  has  been  occasionally  observed  associated  with  copper  nickel  in 
the  cobalt  mine  at  Chatham,  Connecticut. 

528.  Hydrous  Bihasic  Arsenioie  of  Nickel  and  CohaU.  Under  this  name  D.  Forbes  describes  (Phil. 
Mag.,  IV.  xxv.  103)  a  mineral  occurring  in  the  desert  of  Atacama  in  veins  in  a  decomposed  dioryte. 
A  few  yards  below  the  surface  it  passes  into  chloanthite,  from  which  mineral  it  appears  to  have 
been  derived.  H.  =  2-5.  G.  =  3  086.  Structure  fibro-crystalline.  Lustre  dull  to  sUky  or  resinous 
Color  grayish-white.  Analysis  afforded  Is  44  05,  Ni  19-71.  Co  9-24,  H  26-98  =  99-08  :  from  whicl: 
Forbes  deduces  the  formula  (Ni,  Co)^As  +  8  H,  which  requires  Is  43-89,  Co,  Ni  2S-63.  H  27-45 
=  100.  making  it  allied  to  pharmacolite.  B.B.  in  the  closed  tube  yields  water,  becoming  darker; 
on  charcoal  fuses  imperfectly,  evolves  arsenic  fumes,  leaving  metallic  globules  of  an  arsenid  of 
nickel  and  cobalt.    With  fluxes  gives  reactious  for  nickel  and  cobalt. 

By  regarding  a  portion  of  the  water  basic,  the  mineral  becomes  a  tribasic  ar.senate,  and  then 
appioaches  annabergite.    Kenngott  names  it  Forbesite  (Ueb.,  1862-65,  46,  186&). 


HYDROUS  PIIOSPnATES  AND  ARSENATES. 
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529.  CABRERITE.    WasserhaJtige  Nickeloxjd-Magnesia  J.  H.  Verier,  B.  11.  Ztg.,  xxii.  306, 

18G3.    GobvevitQ  Dana. 

Monoclinic.  Like  erytlirite  in  habit.  Cleavage  :  clinodiagonal  perfect.. 
Also  fibrous,  concentric.    Reniforni  and  granular. 

H.=2.  G-.=2*96.  Lustre  pearly  on  face  of  cleavage;  silky  wlieu 
fibrous.    Color  apple-green.    Translucent  to  transparent. 

Comp.— 0.  ratio  for  R,  ^s,  fi=3  :  5  :  8.  R^Ss  +  8H,  in  which  R  corresponds  to  Ni,  C/b^  Mg' 
in  the  ratio  5  :  1  :  4|-.    Analysis  :  Ferber  (1.  c. ),  having  only  a  small  quantity  at  his  disposal : 

Ss42-3'7       Ni  20-01       Co  4-06       Mg  9-29       H  25-80=:101-53. 

Pyr.,  etc. — In  the  closed  tube  yields  water  and  becomes  grayish-yellow.  B.B.  in  R.F.  infus- 
ible :  on  charcoal  gives  arsenical  fumes. 

Obs. — From  the  Sierra  Cabrera,  Spain,  in  a  gangue  of  brown  spar,  which  is  connected  with 
the  mountain  limestone  and  argillaceous  schist.  Results  from  the  alteration  of  arsenids  of  nickel 
and  cobalt. 

530.  KOTTIGITE.    Zinkarseniat  Otto  Kcittig,  J.  pr.  Ch.,  xlviii.  188,  1849;  Naumann,  ib.,  256. 

Kottigite  Dana,  Min.,  487,  1850. 

Monoclinic,  and  isomorphous  with  erytlirite,  IN^aumann.  Massive,  or  in 
crusts,  with  crystalline  surface  and  fibrous  structure.  Cleavage  :  clino- 
diagonal perfect. 

II.  =  2-5  — 3.    G.  — 3'1.    Lustre  of  surface  of  fracture  silky.    Color  light 
carmine-  and  peach-blossoni-red,  of  different  shades.    Streak  reddish-whitev> 
Translucent  to  subtranslucent. 

Comp,— (2n,  Co,  Ni)' As  +  8  II,  or  analogous  to  erythrite.   Analysis  by  Kottig  (1.  c.) : 

Is  [37-17]       Zn  30-52       Co  6-91       Ni  2-00       Oa  tr.       H  23-40  =  100. 

Pyr.,  etc. — In  the  closed  tube  gives  much  water,  and  at  a  higher  temperature  a  faint  crystal- 
line sublimate  of  arsenous  acid.  B.B.  fuses  easily,  coloring  the  flame  blue  ;  on  charcoal  in  R.F. 
gives  copious  fumes  of  arsenic  and  coats  the  coal  with  oxyd  of  zinc ;  with  soda  the  coating  is 
much  more  marked,  and  is  yellow  while  hot  and  white  on  coohug;  this  moistened  with  cobalt 
solution  and  heated  in  0  F.  assumes  a  green  color.  With  borax  and  salt  of  phosphorus  gives  a. 
cobalt-blue  glass. 

Obs. — Occurs  with  smaltite  at  the  cobalt  mine  Daniel,  near  Schneeberg.  The  color  is  owing 
partly  to  the  arsenate  of  cobalt  in  the  mineral. 

531.  HUREAULITE.  Alluaud,  Vauquelin,  Ann.  Ch.  Phys.,  xxx.  302,  1825;  Alluaudi  Ann.  d. 
Sci.  Nat.,  viii.  349,  1826.  Dufrenoy,  Ann.  Ch.  Phys.,  xli.  338,  1829;  Descloizeaux  OLud  Damour, 
ibid..  III.  liii.  293. 

Monoclinic  I A  /(planes  miobs.)=:99°  21';  i-2  A  ^-2=61°  ;  0  A  7=90° 
17\0  Ai-i{^C)=^^0°  33',  6>  A  14=138°  22',  6>  A  3-^=122°  53^  0  A  ^-i 
=  171:°  2'.  In  small  crystals,  isolated  or  grouped,  the  groups  sometimes 
mammillary,  or  fascicled  as  in  stilbite.  Cleavage  not  observed.  Also  to  a 
limited  extent  massive,  compact,  scaly,  or  imperfectly  fibrous. 

II.  =  5.  G.  =  3'185,  yellow,  and  3-198,  reddish,  Damour.  Lustre  vitre- 
ous, somewhat  greasy,  bright.  Color  brownish-orange,  rose-violet,  and 
pale  rose,  nearly  colorless.  Streak  similar.  Transparent — translucent. 
Optically  biaxial ;  axes  very  divergent,  the  plane  orthodi'agonal ;  bisectrix 
positive. 

36 
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Var. — Tlie  (a)  "bro'^ish-orange  or  yellowish,  (&)  the  rose-violet,  and(c)  the  pale  rose,  are  three 
vaiieties,  diflering  somewhat  in  their  crystalliue  planes.  The  orange  is  the  most  common.  The 
crystals  approach  in  habit  those  of  crocoisite.  though  of  very  different  angles. 

Comp.— 0.  ratio  for  R,  P,  H=l  :  2  :  1;  whence  (Mn,  Fej^P'^t^  H,  with  Mn  :  re=5  :  1,  or 
better  (Mn,  Fe,  H)^P  +  2  H— Phosphoric  acid  89i,  protoxyd  of  manganese  40*2,  protoxyd  of  iron 
8-3,  water  12-4=100.    Analyses:  1,  Dufrenoy  (1.  c);  2,  3,  4,  Damour  (1.  c): 

H 

18-00=99-95  Dufrenoy. 
12-35,  quartz  (>-35  =  9y91  Damour. 
12-00     "      0-50-99  49  Damour. 
11-60     "      0-30  =  100-26  Damour. 


Mn 

Fe 

1.  Limoges 

38-00 

32-85 

11-10 

2.  " 

yellow 

u 

37-96 

4115 

810 

3.  " 

.SS-20 

42-04 

6-75 

4. 

reddish 

37-83 

41-80 

8-73 

Pyr.,  etc. — In  the  closed  tube  gives  water,  B.B.  fuses  to  a  reddish-yellow  crystaUine  pearl, 
brown  in  the  outer  flame,  then  becomes  black,  and  the  flame  is  colored  green.  Reactions  of  man- 
ganese and  iron.    Easily  soluble  in  acids. 

Obs. — Found  in  cavities  of  triphyline  or  its  altered  form  heterosite,  in  granite,  at  Limoges,  com- 
mune of  Hureaux,  France. 

The  crystals  were  lirst  examined  by  Dufrenoy  (1.  c),  and  afterward  more  completely  by  Des- 
cloizeaux  (1.  c). 

532.  CHONDRARSENITE.    Kondroarsenit  Igelstrdm,  (Efv.  Ak.  Stockh.,  xxiL  3,  1865. 
In  small  grains. 

H.=3.  Color  yellow  to  reddish-yellow.  Translucent.  Brittle.  Frac- 
ture conchoidal. 

Comp.— An  arsenate  of  manganese.  0.  ratio  for  R,  Aa,  fi=2  :  2  :  1 ;  whence  Mn^  A3+2|H; 
Analysis  :  Igelstrom  (1.  c.) : 

As  Mn  Mg  Oa  fl 

83-50  51-59  2-05  4*86  I'OO,      C  tr.=99'00  Igelstrom. 

Pyr.,  etc. — B.B.  in  tube  decrepitates,  blackens,  and  gives  neutral  water.  On  charcoal  easily 
fusible  to  a  black  bead,  not  magnetic ;  in  the  inner  flame  gives  arsenical  fumes.  With  borax 
gives  manganese  reaction.    Easily  and  completely  soluble  in  dilute  muriatic  and  nitric  acids. 

Obs. — Occurs  in  the  Paisberg  mines,  Wermland,  in  veins  of  barite  intersecting  hausmannite. 

Named  from  its  similarity  in  occurrence,  color,  and  transparency  to  chondrodite,  while  differing 
from  it  in  being  an  arsenate. 


533.  TRICHALCITE.    Trichalcit  Eerm.,  J.  pr.  Ch.,  Ixxiii.  212, 1858. 

In  radiated  groups,  columnar ;  also  in  dendritic  forms. 
II.  =  2"5.    Lustre  silky.    Color  verdigris-green. 

Oomp. — Ou^  As+5  £[.    Analysis  by  Hermann  (1.  c.) : 

Is  f  Cu  fl 

38-73  0-67  44-19  16-41  =  100. 

Pyr.,  etc. — Heated  decrepitates,  yields  much  water,  and  becomes  dark  brown.  B.B.  on  char- 
coal fuses  in  the  outer  flame  to  a  pearl,  and  in  the  inner  yields  a  bead  of  copper.  Dissolves 
easily  in  cold  muriatic  acid. 

Obs. — From  the  Turjinsk  copper  mine,  or  JBeresovsk,  on  tetrahedrite.    Resembles  tyrolite. 

534.  THROMBOLITE.    ThromboUth  Breith.,  J.  pr.  Ch.,  xv.  321,  1838. 

Amorphous. 
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H.  =  3— ^.  G.  =  3-38— 340.  Lustre  vitreous.  Color  emerald-,  leek-, 
or  dark  greeu.   Streak  emerald-green.    Opaque.   Fracture  conclioidal. 

Comp. — According  to  an  imperfect  analysis  by  Plattner  (1.  c.)  it  contains : 

P  41-0       Cu  39-2       H  16-8,  besides  a  small  amount  of  silica  and  alumina. 

Pyr.,  etc.— In  the  closed  tube  gives  much  water  and  turns  black.  B.B.  fuses  easily  and  first 
colors  the  flame  blue,  like  chlorid  of  copper,  and  later  gives  a  dark  emerald-green.  On  charcoal 
fuses  to  a  black  globule,  which,  after  long  blowing,  yields  globules  of  copper.  With  the  fluxes 
reacts  for  copper.   With  boric  acid  and  iron  gives  a  fusible  phosphid  (Plattner). 

Obs. — Pound  with  malachite  in  a  fine-grained  limestone  at  Retzbanya,  Hungary. 

535.  LIBETHENITE.  Olivenerz  pt.  Phosphorkupfererz  pt.  Phosphate  of  Copper  pt. 
Cuivre  phosphate  pt.  Octaedrisches  Phosphorkupfer  Leonh.,  Leonh.  u.  Selb's  Min.  Stud.,  1812. 
Bliittricher  Pseudomalachite  pt.  Hausm.^  Handb.,  1036,  1818.  Libethenit  jBre27^.,  Char.,  267, 
1823.    Apherese  Beud.,  il  569,  1832.    Pseudo-hbethenit  Ramm.,  Min.  Ch.,  344,  1860. 

Orthorhombic.  I A  1=92°  20',  0  Al-l=14:3°  50[ ; 
a  :  h  :  c=:0*T311  :  1  :  1*0416.  Observed  planes  as  in 
the  annexed  fio;ure,  with  also  the  prismatic  planes  i-2. 
l-l  A  l-i,  top, =109°  52',  1  A  1,  ov.  1-2,  =  11S°  12',  adj.,:= 
120°  56',  ov.  /,=90°  46',  I A  1  =  135°  23'.  Cleavage: 
diagonal,  i-l,  i-i,  very  indistinct.  Also  globular  or  reni- 
form,  and  compact. 

H.=l:.  G.=r3'6— 3-8,  Lustre  resinous.  Color  olive- 
green,  generally  dark.  Streak  olive-green.  Translucent 
to  subtranslucent.  Fracture  subconchoidal  —  uneven. 
Brittle. 

Comp.— Cu*P+B[,  or  Cu'P-fCufi  (Ramm.)=Phosphoric  acid  29-1,  oxyd  of  copper  66-5, 
water  3-8=100.  Analyses;  1,  Kiihn  (Ann.  Ch.  Pharm.,  h.  154);  2,  Bergemann  (Pogg.,  civ.  190); 
3,  Hermann  (J.  pr.  Ch.,  xxxvii.  175);  4,  Chydenius  (Acta  Soc.  Sc.  Fenn.,  v.  340);  5,  P.  Field 
(Chem.  G-az.,  June,  1859) ;  6,  H.  MiiUer  (Qu.  J.  Ch.  Soc,  xi.  202) ;  7,  Berthier  (Ann.  d.  M.,  viiL 
334) :  8,  Rhodius  (Ann.  Ch.  Pharm.,  Ixii.  371) : 


Cu 

fi 

1. 

Libethen,  cryst 

29-44 

66-94 

4-05-100-43  Kiihn. 

2. 

26-46 

66-29 

4-04,  As  2-30=99-09  Bergemann, 

3. 

X.  Tagilsk 

28-61 

65-89 

5-50  =  100  Hermann. 

4. 

29-48 

64-47 

3-6S,  As  ir.,  Fe  1-77,  C  0-82  =  100-22  Chydenius. 

5. 

Coquimbo 

29-31 

66-42 

3-74=99-47  Field 

6. 

Congo,  Africa 
Libethen 

(1)  28-89 

66-98 

[4-13]  =  100  MiiUer. 

7. 

28-7 

63  9 

7-4  =  1  no  Berthier. 

8. 

Ehl 

28-9 

63-1 

7-3  =  99-3  Rhodius. 

G.  of  anal  3  =  3'6-3-8;  8.  4-27. 

The  analysis  by  Berthier  is  identical  with  Rhodius's  analysis  of  ehlite  =  Cu*  P -f  2  ft,  and  the 
mineral  is  called  Pseud-o-Ubeihe/iite  by  Rammelzberg,  who  writes  the  formula  Cu^P  +  CuH+H. 
Beudant  cites  the  same  analysis  in  connection  ■^ith  his  name  Aphert  se. 

Pyr.,  etc. — In  tlie  closed  tube  yields  water  and  turns  black.  B.B.  fuses  at  2  and  colors  the 
flame  emerald-green.  On  charcoal  with  soda  gives  metahic  copper,  sometimes  also  an  arsenical 
odor.  Fused  with  metaUic  lead  on  charcoal  is  reduced  to  metallic  copper,  with  the  formation  of 
phosphate  of  lead,  which  treated  in  R.F.  gives  a  crystalline  polyhedral  bead  on  cooling.  With 
the  fluxes  reacts  for  copper.    Soluble  in  nitric  acid. 

Obs. — Occurs  in  cavities  in  quartz,  associated  with  chalcopyrite.  at  Libethen,  near  Xeusohl.  in 
Hungary ;  at  Rhein'oreiteubach  and  Ehl  on  the  Rhine  ;  at  Xischue  Tagilsk  in  the  Ural ;  in  Bolivia. 
S.  A.,  with  malachite  ;  at  the  Mercedes  mine,  near  Coquimbo,  Chili,  with  tagilite  and  limonite  - 
also  in  small  quantities  near  Gunuis  Lake  in  Cornwall,  and  near  Redruth ;  in  the  UraL 
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5  36.  OLIVENITE.  Arseuiksaures  Kupfererz  (fr.  Cornwall)  Klapr.,  Schrft.  Ges.  Nat.  Fr.  Berl, 
vii.  160,  1786;  Olivenerz  (fr.  Cornwall)  Wern.,  Bergm.  J.,  382,  395,  1789.  Olive  Copper  Ore 
Kirwan,  ii.  151,  1796.  Olive-green  Copper  Ore  Bashleigh  Brit.  Min.,  i.  pi.  11,  f.  2,  1797,  ii.  pi.  6, 
1802,  Cuivre  arseniate  en  octaedre  aigus  Bourn.,  PhiL  Tr,,  177,  1801.  Pharmakochalzit  pt. 
Hausm.,  iii.  1042,  1813;  Olivenkupfer,  id.,  1045;  Pharmacolzit  id.,  1025,  1847.  Olivenite  pt. 
Jameson,  Sjst.,  ii.  335,  1820;  Leonh.,  Orykt  ,  283,  1821. 

Orthorhombic.  /A  7=92°  30',  0  A  1-^=144:°  a:h:  c=0'72  :  1  : 
1 '04:46.  Observed  planes  as  in  the  figure,  l-i  A  top, 
=  110°  50'  (110°  47',  DescL),  i-i  A  l-z=124°  35',  i-z  A 
136°  15'.  Cleavage :  I  and  l-i  in  traces.  Sometimes 
acicnlar.  Also  globular  and  reniform,  indistinctly  fibrous, 
fibres  straight  and  divergent,  rarely  promiscuous ;  also 
curved  lamellar  and  granular. 

H.=3.  G.=:4*l— 4*4.  Lustre  adamantine — vitreous; 
of  some  fibrous  varieties  pearly.  Color  various  shades  of 
olive-green,  passing  into  leek-,  siskin-,  pistachio-,  and  black- 
ish-green ;  also  liver-  and  wood-brown  ;  sometimes  straw- 
yellow  and  grayish-white.  Streak  olive-green  —  brown. 
Subtransparent — opaque.  Fracture,  when  observable,  con- 
uneven.    Brittle.    Optically  like  libethenite,  Descl. 


choidal- 


Var. —  1.  Ordinary,    (a)  Crystallized ;  Gr.=4-378,  Cornwall,  Damour ;  4'135,  ib.,  Hermann. 

(b)  Fihrons :  finely  and  divergently  fibrous,  of  ^reen,  yellow,  browm.  and  gray,  to  white  colors, 
with  the  surface  sometimes  velvety  or  acicular ;  G.  =  3'913,  Hermann;  found  investing  the  com- 
mon variety  or  passing  into  it ;  called  vjood-cojrper  or  vjood-arseniaie  {Holzkupfererz). 

(c)  Earthy  ;  nodulnr  or  massive  ;  sometimes  soft  enough  to  soil  the  fingers. 

Comp. — Ou'' (Its,  ^)  +  TI,  or  Cii^(^s,  1P)  +  CuII=,  the  arsenic  being  to  the  phosphoric  acid  as 
6  :  1,  Arsenic  aciJ  :-!5'7,  phosphoric  acid  3"7,  oxyd  of  copper  57*4,  water  3'2  =  100,  and  isomor- 
phous  with  libethenite.  Analyses:  1,  v.  KobeU  (Fogg.,  xviii.  249);  2,  Richardson ( Thorn.  Min., 
i.  (U4) ;  4,  Hermann  (J  pr.  Ch.,  xxxiii.  291);  5,  Damour  (Ann.  Ch.  Phys.,  III.  xiii.  404);  6,  Thom- 
son (Min.,  i.  615);  7,  Hern 


Cornwall,  crysi. 


fibrous 


a.  c): 

Is 

Cu 

H 

36-71 

3-36 

56-43 

3-50 

=  100  Kobell. 

39-9 

66-2 

3-9  = 

:100  Richardson. 

39-80 

56-65 

3-55 

=  100  Richardson. 

83-50 

5-96 

56-38 

4-16 

=  100  Hermann. 

34-87 

3-43 

56  86 

3-72 

=  98-88  Damour. 

40-61 

54-98 

4-41 

=  100  Thomson. 

40-50 

1-00 

51-03 

8-83, 

Pe  3-64  =  100  Hermann. 

Pyr.,  etc. — In  the  closed  tube  gives  water.  B.B.  fuses  at  2,  coloring  the  flame  bluish-green, 
and  on  cooling  the  fused  mass  appears  crystaUine.  B.B.  on  charcoal  fuses  with  deflagration,  gives 
off"  arsenical  fumes,  and  jields  a  metaUic  arsenid,  which  with  soda  yields  a  globule  of  copper. 
"With  the  fluxes  reacts  for  copper.    Soluble  in  nitric  acid. 

Obs. — The  crystahized  varieties  occur  disposed  on,  or  coating,  cavities  of  quartz  in  Cornwall, 
at  Wheal  Gorland,  Tuig  Tang,  Wlieal  Unity,  and  other  mines  near  St.  Day;  ako  near  Redruth; 
near  Tavistock,  in  Devonshire;  also  in  inferior  specimens  at  Alston  Moor,  in  Cumberland;  at 
Camsdorf  and  Saalfeld  in  Thuringia  ;  the  Tyrol;  theBannat;  Siberia;  Chili;  and  other  places. 

The  name  olivenite  alludes  to  the  olive-green  color. 

None  of  the  mineral  phosphates  or  arsenates  were  distinctively  recognized  in  ancient  miner- 
alogy. The  species  containing  copper,  if  observed,  were  left  to  pass  under  the  general  names  of 
chrysocolla  and  raalachites.  In  1747,  Wallerius  has,  besides  Koppar-Lazur  or  azurite,  the  two 
species  Copper  Green  (malachite)  and  Copper  Blue  (chrysocolla  and  azurite  in  part),  but  without 
well-defined  limits  Cronstedt,  in  1758,  describes  tlie  Mountain  Blue  as  sometimes  impure  (terra 
calcarea  mixta \  and  hence  effervescing  ^^^th  aqflte-fortis.  Fontana,  in  1778,  announced  the  green 
carbonate  after  an  analysis;  and  Bergmann  in  his  Sciagraphia,  1782,  recognizes  only  carbonate 
of  copper,  and  calls  wrongly  the  green  mica  of  "Vferner  (1780,  and  later  torbernite)  a  chlorid.  In 
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nS6  Klaproth  analyzed  an  arsenate,  and  Werner  soon  after  gave  it  the  name  of  Olivenerz ;  and  in 
Werner's  system  of  1T89  (Bergm.  J.,  382,  17S9),  Azurite,  Malachite,  Copper  green  of  compact  tex- 
ture not  effervescing  with  acids  (chrysocolla),  and  Olivenerz,  together  with  a  so-called  Eiseaschussig 
Kupfergr'dn  (mostly  earthy  green  carbonate),  were  the  only  species.  Karsten's  Tabellen  of  1800 
contains  no  addition  to  the  list.  But  in  1801  Bournon  announced,  from  an  analysis  by  Chenevix, 
a  second  arsenate,  afterward  called  Liroconite;  Yauquelin  a  tliird,  afterward  named  Chalco- 
phyllite;  Klaproth  a  fourth,  the  Sfrahl/ye-s  Olivenerz,  or  CUnoclase.  Klaproth  also  pubhshed  at 
the  same  time  an  analysis  of  the  first  j^hosphafe,  now  called  PseudomalachUe;  besides  one  of  the 
oxychlorid  Atacamite,  which  mineral  had  been  brought  from  Chili  as  copper  sand  between  1780 
and  1T90,  and  was  pronounced  an  oxyd  by  Yauquelin,  and  a  chlorid  by  Karsten  in  his  TabeUen 
of  IbOO. 

537.  ADAMITE.    Adamine  C.  Friedel,  C.  R.,  Ixii.  692,  1866. 

Orthorliombic.  I A  7=91°  33',  0  A  1-2=11:3°  40';  a  :  h  :  c=0-T351:7  : 
1  :  1-0271  ;  isomorphous  with  oliveiiite.  I A  ^'-3  =  161°  1:3^,  I A  ^:-3  =  161° 
25',  l-i  A  1-2=107°  20',  I A  1  =  135°  45',  1  A  1,  over  l-z,  =120°  4'.  Cleav- 
age :  l-l  very  distinct. 

H.  =  3'5.  G. =4*338.  Lustre  vitreous,  strong.  Color  honey-yellow, 
violet,  the  latter  often  external  only.  Streak  white.  Transparent.  Plane 
of  optical  axes  parallel  to  the  base,  and  normal  to  i-t ;  angle  in  oil  for  a 
plate  of  violet  variety,  normal  to  the  obtuse  bisectrix,  115°  50'  for  the  red 
rays  :  Descl. 

Comp. — 0.  ratio  for  R,  As,  H=4  :  5  :  1 ;  Zn^  As  +  Zn  H= Arsenic  acid  40*2,  oxyd  of  zinc  56-7, 
water  31  =  100.    But  the  analysis  gives  1^  H  instead  of  1  H.    Analysis:  Friedel  (1.  c): 

As  39-95       2n  54-32       Fe  1*48       Mn  tr.       H  4-55  =  100-30. 

It  is  a  zinc  olive nite. 

Pyr.,  etc. — Heated  in  a  closed  tube  decrepitates  feebly,  and  yields  a  little  water,  becoming 
white  and  porcelanous.  On  charcoal  fuses,  producing  a  coating  of  oxyd  of  zinc,  and  a  feeble  odor 
of  arsenic.  In  a  closed  tube  with  soda  and  charcoal  gives  a  ring  of  arsenic.  With  borax  in  0. 
F.  pearl-yellow  while  hot,  colorless  on  coohng.    Easily  soluble  in  dilute  muriatic  acid. 

Obs. — From  Chaiiarcillo,  Chili,  withhmonite  and  native  sUver.  Named  after  Mr.  Adam  of  Paris. 

538.  CONICHALOITE.    Konichalcit  Breith.  &  Fritzsche,  Pogg.,  Ixxvii.  139,  1849. 
Reniform  and  massive,  resembling  malachite. 

H.=4-5.  G.=4'123.  Color  pistachio-green,  inclining  to  emerald-green  ; 
streak  the  same.    Subtranslucent.    BrittTe.    Fracture  splintery. 

Comp.  -  (Cu,  CaYi'ls,  P)+Cu  H+^fl,  with  some  vanadic  acid  replacing  (?)  part  of  the  phos- 
phoric, the  copper  and  hme  in  equal  proportions,  the  arsenic  to  the  other  acids  as  2  :  1.  Closely 
allied  to  oUvenite  and  volborthite.    Analysis  by  Fritzsche  (L  c): 

Is  30-68       ^  8-81       Y  1-78       Cu  31-76       Ca  21-36       H  5-Bl. 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  gives  water,  and  turns  black.  In  the  forceps  fuses, 
and  colors  the  flame  at  first  emerald-green,  but  after  a  tune  light  blue  adjacent  to  the  assay.  On 
charcoal  fuses  with  deflagration  to  a  red  slag-like  mass,  wliich  gives  an  alkahne  reaction  to  test 
paper,  and  with  soda  gives  a  globule  of  copper.  On  charcoal,  with  salt  of  phosphorus  and 
metalhc  lead,  yields  a  glass  which  is  dark  yellow  whUe  hot  and  chrome-green  on  cooling  (vana- 
dium). 

Obs. — From  Hinajosa  de  Cordova,  in  Andalusia,  Spain.    Named  from  Kovii,  lime,  and  ;Y;aX/c<5s. 
539.  BAYLDONITE.    A.  H.  Church,  J.  Ch.  Soc,  11.  iii  26%  18G5. 

In  minute  mammillary  concretions,  with  a  drusy  surface.  Striictm^e 
often  somewhat  reticulated. 
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H.=i*5.  G.  =  5'35.  Lustre  strong  resinous.  Color  grass-green  tc 
l)lackisli-green.  Streak  siskin-  to  apple-green.  Subtranslucent.  Fracture 
subconelioidal,  uneven. 

Oomp.— 0.  ratio,  for  R,  Is,  H=4  :  5  :  2  nearly;  whence  (f»b,  Cu).^ls  +  2B[,  with  Ph  :  Cu= 
1  :  :^;  or  (tb,  Ou)^ls  +  CuH  +  H,  Church,  =  Arsenic  acid  31-6,  oxyd  of  copper  32-8,  oxyd  of 
lead  30-7,  water  4-9  —  100.    Analysis:  Church  (1.  c): 

Is  Cu         Ph  H 

(1)31-76       30-88       30-13       4  58,  f'e,  Ca,  and  loss  2-65  =  100  Church. 

Pyr.,  etc. — B.B.  gives  off  water  and  becomes  black,  which  latter  reaction  Church  regards  as 
indicating  that  part  of  the  copper  exists  in  the  mineral  as  hydrate.  On  charcoal  fuses  to  a  black 
bead,  deflagrates,  giving  off  arsenical  fumes,  and  leaves  a  white  metalhc  bead  of  lead  and  copper. 
With  borax  iu  outer  flame  gives  a  blue  bead.    Difficultly  soluble  in  nitric  acid. 

Obs. — Occurs  in  Cornwall.    Named  after  Dr.  John  Bayldon. 


540.  EUCHROITE.    Euchroit  Breith.,  Char.,  172,  266,  1823. 


Ortliorliombic. 
a:h:  c=0-60S8  : 
annexed  iio-ure. 


I A  1=92''  S\  6>Al-^=148°  40'; 
[  :  1-038.  Observed  planes  as  in  the 
-i  A  l-z=117°  20',  i-l  A  l-i=zl2V  20', 


i-i  A  |-z  =  132°  24',  i-l  A  2-l=U0°  36^',  2-^  A  2-1,  ov.  i-i, 
=  101°  13'.  Cleavage:  /  and  l-i.  Faces  l-i  vertically 
striated. 

H.  =  3-5— 4.  G.=3-389.  Lustre  vitreous.  Color 
bright  emerald-  or  leek-green.  Transparent — translu- 
cent. Fracture  small  conclioidal — uneven.  Rather 
brittle. 

Comp. — Cu*  ^s-l-7  fl,  or  Cu^  Xs  +  Cu  H-i-6  H  (Ramm.)= Arsenic  acid  34-1,  oxyd  of  copper 
47-2,  water  18-7  =  100.  Analyses:  1.  Turner  (Edinb.  Phil.  J.,  iv.  301);  2,  3,  Kiihn  (Ann.  Clu 
Pharm.,  h.  128);  4,  Wohler  (ib.,  285)': 

Is         Ou  H 

1.  Libethen  33-02       47-85       18-80=99-67  Turner. 

2.  "  34-42       4H-97        19-3 1  =  100-70  Kiihn. 

3.  "  32-42       46-99       19-31,  Ca  1 -1 2  =  99-84  Kiihn. 

4.  "  33-22       48-09       18-3y  =  99-70  Wohler. 


Pyr.,  etc. — In  the  closed  tube  gives  more  water,  but  has  otherwise  the  same  reactions  as 
olivenite. 

Obs. — Occurs  in  quartzose  mica  slate  at  Libethen  in  Hungary,  in  cry.stals  of  considerable  size, 
having  much  resemblance  to  dioptase. 
Named  from  sdxpoa,  beautiful  color. 

If  the  prism  2-1  were  made  the  fundamental  vertical  prism  in  euchroite,  then  I A  /  would  equal 
10 P  18',  and  \-i  A  l-i,  top,  =87^  52',  nearly  as  in  wolfram  and  hopeite.  The  cleavage  is  not  in 
accordance  with  this  view. 

Alt. — Tschermak  suggests  that  olivenite  may  be  euchroite  altered  by  the  loss  of  water,  he 
finding  crystals  of  ohvenite  projecting  from  the  holes  of  cavernous  euchroite  (Ber.  Ak.  Wien,  li, 
129). 


541.  TAGILITE.    TagiUth  (fr.  K  TagHsk)  Hermann,  J.  pr.  Ch.,  xxxvii.  184,  1846;  (fr.  UUers- 
reuth)  Breith.,  B.  H.  Ztg.,  xxiv.  309. 

Monoclinic,  but  like  liroconite  in  habit  of  cr^^stals,  Breith.  Cleavage : 
brachydiagonal,  distinct.  Also  in  reniform  or  spheroidal  concretions. 
Structure  tibrous  ;  also  earthy. 

H.  =  3— 4.    G.  =  about  3*5,  Hermann;  4-076,  Breith.    Lustre  vitreous. 
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Color  verdigris-  to  emerald-green.  Streak  verdigris-green.  Siibtranslu- 
cent.  Brittle. 

Comp.— 0.  ratio  for  R,  ^,  H=4  :  5  :  3  ;  whence  Ou^  P  -f-  3  H ;  cr,  Cu"  1?  +  Cu  H  -f  2  fi 
(Ramrn.)— Phosphoric  acid  21'1,  oxyd  of  copper  61-8,  water  10'5  =  100.  Analyses  :  1,  2,  Hermann 
(1.  c);  3,  Field  (Ch.  Gaz.,  June  15,  1859): 

^  Cu  fl 

1.  Ural  26-44       61  29       10-77,  Fe  1-50  =  100  Hermann. 

2.  "  26-91       62-58       10-71  =  100  Hermann. 

3.  Coquimbo        27  42       61-70       10-25  =  99-37  Field. 

Pyr.,  etc. — No  blowpipe  characters  are  given  by  Hermann. 

Obs. — Occurs  at  Nischne  Tagilsk  on  limonite ;  at  the  Arme  Hilfe  mine,  TJllersreuth.  in  minute 
crystals  and  reniform  groups  or  masses,  on  limonite,  with  quartz;  in  S.  America,  at  the  Mercedes 
mine,  Coquimbo,  fibrous,  on  limonite. 

Hermann's  tagilite  was  in  reniform  concretions,  with  H.  =  3,  Gr.  =  3-5,  and  color  emerald-  to 
mountain-green  ;  and  had  the  composition  mentioned.  The  other  characters  in  the  above  descrip- 
tion (excepting  the  anal,  by  Field)  are  from  Breithaupt,  in  an  account  of  the  TJllersreuth  ore, 
which  he  refers  to  tagilite,  but  which  has  not  been  analyzed,  and  may  or  may  not  be  that  species. 

542.  LIROOONITE.  Octahedi-al  Arseniate  of  Copper  (fr.  Cornwall)  Bourn.,  Phil.  Trans.,  1801 
174,  Rashleigli's  Brit.  Min.,  ii.,  pi.  2,  5,  11,  1802.  Linsenerz  Wern.,  1803,  Ludwig's  Min.,  iL 
215,  1804;  Karsten,  Tab.,  64,  1808.  Liusenkupfer  Hausm.,  Handb.,  1051,  1813.  Lirokon 
malachit  pt.  Mohs,  Grundr.,  180,  1822.    Chalcophacit  Glocker,  Handb.,  859,  1831. 

Monoclinic,  Breith.,  Descl.  7a  7=74:°  21',  Descl. ;  4^0 
72°  22',  B.  &  M.  ;  71°  59',  Breith.   l-l  A  l-z=^61°  31', 
Descl;  60°  40',  B.  &  ^M.    6^=88°  33'.  Observed 
planes  as  in  the  annexed  fignre.    Cleavage  lateral, 
but  obtained  with  difficulty.    Rarely  granular. 

H.:i^2-2-5.  G.=r2-882,  Bournon  ;  2'926,  Haid. ; 
2 '985,  Hermann  ;  2'961:,  Damour.  Lustre  vitreous, 
inclining  to  resinous.  Color  and  streak  sky-blue — 
verdigris-green.  Fracture  imperfectly  conchoidal, 
uneven.    Imperfectly  sectile. 

Comp  — p.  ratio  fr.  anal.  1,  3,  4,  for  S,  ^1,  (As,  f  \  H=4  :  2  :  5  :  12;  whence  Cu'  (Is,  ^)4- 
6ii^+|  Al)  H''*+9  H,  if  the  alumina  and  a  fourth  of  the  copper  may  be  in  the  state  of  hydrate. 
It  is  closely  paraUel  with  that  of  pseudomalachite,  the  second  member  corresponding  in  oxygen 
to  Ou^  H',  or  3  Ou  ll.  As  the  0.  ratio  for  bases  and  acid  is  6  :  5,  the  formula  might  be  written 
(^  Ou^  +  ^  Al)- (As,  P)+ 12  H.  Analyses:  1,  T.  Wachtmeister  (Ak.  H.  Stockh.,  8u,  18S2);  2, 
Hermann  (J.  pr.  Ch.,  xxxiii.  296);  3,  4,  Damour  (Ann.  Cb.  Phys.,  III.  xiii.  4u4): 

As      P        ^1       Cu  H 

1.  Cornwall  20-79    3-61      8-03    3o-19    22-24,  Fe  3-41,  Si  4-04,  gangue  2-95  =  100-26  W. 

2.  "  .      23  05    3-73    10-85    36-38    25-01,  Fe  0-98=  100  Hermann. 

3.  "  1-l-2t    8-49      9-6S    37-18    25-49  =  98-06  Damour. 

4.  "  23-40    3-24    l()-09    37-40    25-44=98-47  Damour. 


Pyr.,  etc. — In  the  closed  tube  gives  much  water  and  turus  olive-green.  B.B.  cracks  open, 
but  does  not  decrepitate ;  fuses  less  readily  than  olivenite  to  a  dark  gray  slag ;  on  charcoal  cracks 
open,  deflagrates,  and  gives  reactions  like  olivenite.    Soluble  in  nitric  acid. 

Obs. — Crystals  occasionally  an  inch  in  diameter;  usuahy  quite  small.  With  various  ores  of 
copper,  pyrite,  and  quartz,  at  Wheal  Gorland,  Wheal  MuttreU,  and  Wheal  Unity,  in  Cornwall ; 
also  in  minute  crystals  at  Herrengrund  in  Hungary;  and  in  Voigtland. 

The  pri£-m  ^'-2  (which  may  be  taken  as  /)  has  the  front  angle  111°  17',  if  calculated  from  /  A  / 
=  72°  22',  and  this  is  near  the  angle  /  A  /  of  pseudomalachite.  Moreover,  the  formulas  of  the  twc 
are  simQar,  as  sb'j  wn  above. 

Named  from  Xeio'h,  pale,  and  Kovia,  powder. 
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543.  PSEUDOMALACHITE.  Phosphorsaures  Kupfer  pt.  Karst,  Klapr.,  X.  Schrift  Berl 
Ges.  Nat.  Fr.,  iii.  304,  1801.  Phospliorkupfer  id.,  Tab.,  64,  97,  1808.  Phosphorkupfererz  Wtrn. 
Cuivre  phosphate  ZT.,  Tabl.,  92,  1809.  Phosphate  of  Copper.  Pseiidomalachit  Hausm.,  Handb., 
1035,  1813.  Phosphorochalcit  Glocker,  HaDdb.,  847,  1831.  Tpoleime  Beud.,  Tr.,  ii.  570,  1832. 
Elilit,  Prasin-chalzit,  BreitJi.,  Char.,  45,  49,  1832.  Luniiit  Bernhardi.  Kupferdiaspore  Z'^/m,  J. 
Ch.  Pharm.,  11.  125,  1844.    Dihydrit  Herm.,  J.  pr.  Ch.,  xxxvii.  178,  1846. 

Orthorhombic,  hemiheclral  (monocliDic  ?).     I A  1=109°  2S\  0  A  l-i= 
146°  ISy  ;  a  :  5  :  c=  |/2  ;  1  :  0-6667.    Observed  planes  as  in  the  annexed 
471  %m'e.  {-2  A  i-2-Ur  4'  and  38°  56',  1 A  1  =  117°  49', 

A  1-2=166°  34',  1-2  A  1-2=168°  46'.  Cleavage: 
i-i  imperfect.  Also  reniforni  or  massive  ;  indistinctly 
fibrous,  and  having  a  drusy  surface. 

E[.=4"5 — 5.  G.=4 — 4*4.  Lustre  adamantine,  in- 
clining to  vitreous.  Color  dark  emerald-,  verdigris-, 
or  blackish-green,  often  darker  at  the  surface.  Streak 
green,  a  little  paler  than  the  color.  Translucent — 
subtranslucent.  Fracture  small  conchoidal — uneven. 
Brittle. 


Var.,  Comp. — The  analyses  vary  much,  and  have  been  regarded  by  Hermann  and  others  as  in- 
dicating that  two  or  three  species  are  here  included ;  but  the  differences  may  be  only  a  conse- 
quence of  mixture.    The  supposed  species  distinguished  are  as  follows : 

A.  EhUte  (and  Prasin)  of  Breithaupt.  Pormula  Cu^f +3  H,  or  Gu'P+2  Cu  fl+H  (Ramm),= 
Phosphoric  acid  23-9,  oxyd  of  copper  67-(i,  water  9-1  =  100.  Occurs  crystallized ;  also  reniform 
and  botryoidal,  with  a  radiating  fibrous  structure;  also  massive.  G.=:3*8  — 4*4.  Includes  anal- 
yses 1 — 7,  and  perhaps  others. 

The  name  Pra^m  is  used  by  Breithaupt  for  pseudomalachite  in  general;  he  cites  Berthier's 
analysis  (Xo.  3)  of  a  Libetlien  ore.  and  one  by  Lunn  (p.  56ii)  of  a  Rheinbreitenbach  specimen, 
and  mentions  other  localities  in  Bavaria,  Yoigtland,  and  Siberia.  For  his  eJiiite  he  gives  Berge- 
manu's  analysis  of  an  Ehl  specimen  (No.  5)  which  does  not  differ  erseutially  from  Berthier's. 
According  to  a  recent  analysis  of  the  Ehl  mineral  by  Bergemann  (Xo.  6),  it  contains  7  p.  c.  of 
vanadic  acid  replacing  part  of  the  phosphoric. 

B.  Dihydrite.  Formula  Cu°  P-i-2  H,  or  Cu'  P-f2  Cu  H  (Ramm),  =  Phosphoric  acid  24*7,  oxyd  of 
copper  69-0,  water  6'3=:100.    Includes  the  analyses  having  6  t9  6-5  p.  c.  of  water. 

C.  Pseudomalachite.  Formula  Cu®  ^+3  H,  or  Cu^  iP  +  3  Cu  H  (Ramm),=Phosphoric  acid  21-1, 
oxyd  of  copper  70-9,  water  8*0=100.    Includes  analyses  16-19. 

Xordenskiold  unites  JDihydrite  and  Ehlile. 

Analyses  :  1,  Hermann  (J.  pr.  Ch.,  xxxvii) ;  2,  Klihn  (Ann.  Ch.  Pharm.,  xxxiv.  218) ;  3,  Berthier 
(Ann.  d.  M.,  viii.):  4,  Xordenskiold  (1.  c.) ;  5,  Bergemann  (Schw.  J.,  hv.  305);  (j,  Bergemann 
(Jahrb.  Min.  1858,  195);  7,  Heddle  (Phil.  Mag.,  lY.  x.  39);  8,  9,  Hermann  (1.  c.) ;  lU-13,  Xor- 
denskiold (1.  c);  14,  Arfvedson  (Jahresb.,  iv.  143);  15,  Kuhn  (1.  c,  Iv.  124);  16,  17,  Kiihn  (1.  o.); 
18,  Rhodius  (Pogg.,  Ixii.  369);  19,  Church  (Ch.  News,  x.  217);  20,  Bergemann  (Pogg.,  civ. 


Cu 

H 

1. 

Libethen 

G.=4-4 

24-55 

67-25 

8-20=100  Hermann. 

2. 

"  massive 

2314 

66-86 

10-00  =  100  Kiihn. 

3. 

(( 

24-7 

66-3 

9-0=100  Berthier. 

4. 

Ehl 

G~4-198 

22-51 

66-55 

9-03,  Fe  2-11,  C  ^r.  =  100  Xordensk. 

5, 

24-93 

65-99 

9-06  =  99-98  Bergemann. 

6. 

(( 

17-89 

64-09 

8-90,  Y  7-34  =  99-22  Bergemann. 

7. 

Cornwall 

G.=4-25 

22-73 

68-13 

8-51,  quartz  0-48  =  99-85  Heddle. 

8. 

N.  Tagilsk 

"  Dihydrite 

G.=4-25 

23-75 

68-75 

7-50=100  Hermann. 

9. 

G.=4-4 

25-30 

68-21 

6-49= liiO  Hermann. 

10. 

*'  fibrous 

G.=4i31 

23-(i0 

65-22 

7-50,  malachite  4*34  Xord. 

11. 

"  mass. 

G.=4-07 

23-15 

64-63 

6-84,       "       5-24  Xord. 

12. 

((  (( 

22-72 

64  46 

6  S2,       "       5-76  Xord. 

13. 

It 

G.=4-24 

22-39 

64-72 

6-59,       "       6-52  Xord. 

HYDROUS  PHOSPHATES  AND  ARSENATES. 


5G9 


t/U 

xl 

1  A 

14 

RheinbreitenDacli 

K  Q'7   no. Q7     A  ■i.fTT/->,li:^/-\v> 

0  y  /  — yo  o  (  Al  iveusoii. 

15. 

Hirschberg,  Kupferdiaspore 

24-13 

69-61 

[6-26]  =  100  Kiihn. 

Ifi. 

Hirschberg 

20-87 

71-78 

7-40  =  loo  Kilhn. 

n. 

Rheiubreitenbach 

21-52 

68-74 

8-64  =  98 -90  Kiilm. 

18. 

Libethen 

20-4 

70-8 

8-4=99  6  Rhodius. 

19. 

19-G8 

71-16 

8-82  =  99-01  Church. 

20. 

Linz 

19-89 

69-97 

8-21,  Is  1-78  =  99  85  Berg-emann. 

^  Rev.  F.  Lunn  obtained  for  an  ore  from  Rheinbreitenbach_(Ed.  Phil.  J.,  v.  211,  1821)  ?  21  ()87, 
Cu  G-i-S47,  H  15  454=99-988,  giving  the  formula  Cu^P^+5  H.  But  no  later  analyst  has  found 
as  much  water.    Beudant  cites  this  analysis  under  his  ypoleime. 

Pyr.,  etc. — Like  libethenite;  some  varieties  decrepitate  remarkably  and  yield  a  black  powder 
in  the  closed  tube. 

Obs. — Occurs  in  veins  traversing  slate  at  Yirneberg,  near  Rheinbreitenbach,  and  at  Ehl,  near 
Linz,  on  the  Rhine,  along  with  other  copper  ores  ;  at  Hirschberg  in  Voi^tland;  Libethen  in  Hun- 
gary ;  Nischne  Tagilsk  m  Siberia.  A  single  specimen  has  been  found  in  Cornwall,  consisting  of 
minute  globular  concretions.    Also  met  with  in  the  Perkiomen  mine.  Pa. ;  in  Cabarras  Co.,  X.  G, 

The  phosphates  of  copper  were  included  in  the  olivenerz  and  malachite  of  the  mineralogists  of 
last  century. 

Pseudomalacliife  of  Hausmann  is  the  earliest  of  the  names  of  this  species,  and  is  as  short  and 
as  good  as  the  later  Phosphor ochalciie  of  Glocker.  Lunniie  was  substituted  by  Bernhardi,  and  hag 
been  used  in  some  recent  works.  But  Lunn's  one  analysis  was  not  made  until  1821,  and  gives  a 
different  composition  from  that  since  obtained.  It  will  certainly  be  soon  enough  to  use  his  name  in 
mineralogy  when  a  mineral  having  the  composition  he  arrived  at,  and  thus  befitting  it,  has  been 
identified. 

544.  ERINITE.    Eaid.,  Ann.  Phil.,  II.  iv.  154,  1828. 

In  mammillated  crystalline  groups,  concentric  in  structure  and  fibrous, 
and  rough  from  the  terminations  of  very  minute  crystals  ;  the  concentric 
layers  compact,  and  often  easily  separable.  Traces  of  cleavage  in  one 
direction. 

H.=4-5  — 5.  G.r=4'0tl:3.  Lustre  almost  dull,  slightly  resinous.  Color 
fine  emerald-green,  slightly  inclining  to  grass-green.  Streak  green,  paler 
than  the  color.    Sub  translucent — nearly  opaque.  Brittle. 

Comp.~Cu^  As  +  2  H,  or  Cu^  As +  2  Cull  (Ramm.),=  Arsenic  acid  34  7,  oxyd  of  copper  59  9, 
water  5*4=100.    Analysis  (approximative)  by  Turner  (1,  c  ) : 

As  33-78       Cu  59-44       H  5  01       ^1  1-77  =  100. 

Pyr.,  etc. — In  the  closed  tube  decrepitates  and  yields  water.  B,B.  on  charcoal  emits  arsenical 
fumes  and  fuses,  giving  an  arsenid,  which  in  O.F.  yields  a  globule  of  copper.  Soluble  in  nitric 
acid. 

Obs. — Stated  by  Haidinger  to  come  from  the  County  of  Limerick,  Ireland;  but  shown  by 
Church  to  be  a  Cornish  species. 

545.  CORNWALLITE.    CornwaUit  Z;ppe,  Abh.  d.  Bohm.  Ges.  Prag,  1846. 
Amorphous. 

Ii.=i"5.  G.  =  4-160.  Color  emerald-green  to  dark  verdigris-green. 
Fracture  conchoidal. 

Comp. — Cu^  '4s  +  5  L[.  or  Cu^  As  +  2  Cu  H+3  It  (Ramm.).  According  to  Lerch,  who  obtained, 
as  a  mean  of  two  analyses  (1.  c,  Ramm.  Min.  Ch ,  377)  : 

As  30-22       P  2-15       Cu  54-55       £[  13-02=99  94. 

Pyr.,  etc. — In  the  matrass  yields  water.  B.B.  on  charcoal  gives  arsenical  fumes,  and  a  bead 
of  copper  enveloped  in  a  brittle  crust. 
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Obs. — From  Corawall,  occurring  in  small  botryoidal  or  disseminated  individuals  on  olivenite 
Resembles  malachite,  but  diflers  from  it  in  not  effervescing  with  acids. 

546.  TYROIilTE.    Kupferschaum  Wern.,  Hoffm.  Min.,  iii.  180,  1816,  Letzt.  Min.  Syst,  19,  50, 

1817.    Kupaphrite  Shep.,  Min.,  i.  294,  1^35.    Tiroht  Eaid.,  Handb.,  500,  1845. 

Ortliorliombic.  Observed  planes  :  0,  i-i,  I.  Cleavage  :  0^  perfect.  Usu- 
ally renitbrni,  massive  ;  structure  radiate  foliaceous,  surface  drusj. 

H.  =  l— 2.  G.  =  3-02— 3-098.  Lustre:  pearly  ;  other  faces  vitreous. 
Color  pale  ap])le-green  and  verdigris-green,  inclining  to  sky-blue,  Streak 
a  little  paler.  Translucent — subtraiislucent.  Fracture  not  observable. 
Very  sectile.    Thin  laminae  flexible. 

Comp. — Cu^As  +  9H,  or  Cu^Xs-|-2  Cu H  + 7  H  (Ramm  ),  =  Arsenic  acid  29/2,  oxyd  of  copper 
50  3.  water  20*5=^100,  with  carbonate  of  lime  as  mijDurity.  Analysis:  v.  Kobell  (Fogg.,  xviii. 
253): 

Falkenstein,  Tyrol       Is  25*01    Cu  43-88    H  17-46    Ca  C  13-65  =  100. 

Pyr.,  etc. — In  the  closed  tube  decrepitates  and  yields  much  water,  B.B.  in  the  forceps  fuses 
to  a  steel-gray  globule.  On  charcoal  gives  off  arsenical  fumes,  and  fuses  quietly  without  deflagra- 
tion to  a  slaggy  mass,  which  in  R.F.  yields  globules  of  copper.  Soluble  in  nitric  acid  with  effer- 
vescence.   Soluble  in  ammonia,  yielding  a  blue  solution  and  a  w^hite  residue  of  carbonate  of  lime. 

Obs. — Usually  occurs  in  the  cavities  of  calamine,  calcite,  or  quartz,  accompanied  by  other  ores 
of  copper,  appearing  in  small  aggregated  and  diverging  fibrous  groups  of  a  pale  green  color,  and 
possessing  a  delicate  silky  lustre.  Has  been  observed  in  the  Bannat ;  at  Posing  and  Libetheu  in 
Hungary;  Nertschinsk  in  Siberia;  Falkensteiu  and  Schwatz  in  the  Tyrol ;  Saalfeld  in  Thuringia; 
Riechelsdorf  in  Hessia ;  Schneeberg  in  the  Erzgebirge  ;  in  zechstein-dolomite  near  Bieber. 

547.  OLINOCLASITE.  Strahliges  Olivenerz  Karst,  Klapr.,  N  Schrift.  Berl  Ges  Fr.,  iii.  298, 
1801.  Cupreous  Arsenate  of  Iron  Bourn.,  Phil.  Trans  ,1801  (with  anal,  by  Chenevix).  Strah- 
leuerz  Karden,  Tab.,  64,  97,  18(^8.  Cuivre arseniate  ferrifere  fi!,  Tabl.,  91,  18o9.  Strahleukupfer 
Eausm.,  Handb.,  1050,  1813.  Strahlerz  Wern.  Klinoklas  Breiih.,  Uib.,  1830,  Siderochalcit 
Glocker,  Grundr.,  840,  1831.  Aphanese  Beud.,  Tr.,  ii.  602,  1832.  Aphanesite  Shep.,  Min.,  Ib35. 
Abichit  Bernhardi,  Glocker's  Grundr.,  579,  1839. 

Monoclinic.  6'=  80°  30',  /  A  /, 
front,  =  56°,  side,  12i°.  Observed 
planes  as  in  the  annexed  figures. 
6>A-|-?:=99°  30',  (9Al-^  =  123°  48^ 
Cleavage :  basal,  highly  perfect. 
Also  massive,  hemispherical,  or  reni- 
form  ;  structure  radiated  fibrous. 

H.  =  2-5  -  3.  G.  =  4:-ld  -  4-36. 
Lustre  :  0  pearly ;  elsewhere  viti-e- 
ous  to  resinous.  Color  internally 
dark  verdigris  -  green  ;  externally 
blackish-blue  green.  Streak  bluish- 
ittle. 

Comp.— Cu" Is  +  3 fl,  or  Cu' Is -j- 3  Cull  (Ramm.),  =  Arsenic  acid  30  2,  oxyd  of  copper  62-7, 
water  7-1  =  100.  Analyses:  1,  Rammelsberg  (2d  Suppl,  78j;  2,  Damour  (Ann.  Ch.  Phys.,  III. 
xiii.) : 

Is       1p       Cu       H  3Pe 

1.  CornwaU    G.=4-258-4-359    29-71    0-64    60  00    7-64    0-39,  Ca  0-50,  §1  1 -12  =  100  Ramm. 

2.  "         G.=4-312  27-U9    1-50    62  80    7-57    0-49  =  99-44  Damour. 
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Pyr.,  etc. — Same  as  for  olivenite. 

Obs. — Occurs  in  Cornwall,  witli  other  ores  of  copper,  at  Ting  Tang  raine,  Wheal  Unity,  and 
Wlieal  Gorlaud,  and  at  Bedford  United  Mines,  near  Tavistock.  The  cr3^stal,s  usually  present  a 
very  dark  blue  color  and  brilliant  lustre,  but  are  rarely  recognizable,  being  aggregated  in  diverg- 
ing groups,  or  disposed  in  extremely  minute  individuals,  in  cavites  of  quartz;  whence  the  name 

aphanesiie,  from  ',i<pau)<,  urnnaii'ftsi.    Also  found  in  the  Erzgebirge. 

Named  CLtnvclasile  in  allusion  to  the  basal  cleavage  being  oblique  to  the  sides  of  the  prism. 

548.  OHALCOPHYLLITE.  Cuivre  arseniate  lamelhforrae  H.,  Tr.,  1 801  ;  Vauguelin,  J.  d.  M., 
X.  562,  1801.  Bliittriges  Oliveuerz,  KupfergHramer,  Karst.,  Hoflf's  Mag.,  i.  543,  1801  ;  Ludwig's 
Werner,  180,  18n3.  Copper  Mica  Jameson,  Miu.,  1820.  Kupferphyllit  5m7A.,  Char.,  42,  1832. 
Chalk ophyUit  5re2;YA.,  Ilandb.,  149,  1847.    Tamarite  B.  &  M.,  Min.,  18o2. 

Khomholieclral.    i?  A  7?=69°  48',  6>  A  7?=108°  ^  =  2-5530.  Ob- 

served planes:  7?,  2,  (9,  7.  i  A  ^=SS°  4:6\ 
0  Ai=  12i°  0'.  TJsuallv  in  six-sided  tabular  crys- 
tals  ;  plane  0  sometimes  triangularly  striated. 
Cleayage  :  0  highly  perfect.  Also  foliated  mas- 
sive, and  in  druses. 

H.  =  2.    G.  =  2-4-2-66;  2435,  Cornwall,  Her- 
mann ;  2'659,  ib.,  Damour.    Lustre  :  of  0  pearly  ;  of  other  laces  vitreous  or 
subadamantine.    Color  emerald-  or  grass-green  to  verdigris-green.  Streak 
somewhat  paler  than  the  color.     Transparent — translucent.  Fracture 
scarcely  observable. 

Comp. — Cu^Xs  +  12H,  or  Ou^^s-f5  Cu  IT+V  IT,  from  Chenevix's  analysis,  =  Arsenic  acid  21 -B, 
oxyd  of  copper  58-7,  water  20-0  =  10' ».  From  Hermann's  analysis,  Cu'' As-i-2o  11=  Arsenic  acid 
18-0,  oxyd  of  copper  49-6,  water  32-4=100.  Analyses:  1,  Chenevix  (Phil.  Trans.,  1801);  2,  Her- 
mann (J.  pr.  Ch.,  xxxiii.  294) ;  3,  4,  Damour  (Ann.  Ch.,  Phys.,  III.  xiii.  4()4) : 

Is        Cu  H 

1.  Cornwall  21  68  21  =  100  Chenevix. 

2.  "       G.=2-435      17-51  44'45  3119,  Fe  2  92,  Al  and  P  3  93  =  100  Hermann. 

3.  "       G.  =  2-()59      19-35  52-92  23-94,  Al  I'SO,  P  1  29  =  99-30  Damour. 

4.  "  "  21-27  52-30  22-58,  Al  2-13,  P  l-5f)  =  99-84  Damour. 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  yields  much  water,  and  gives  a  residue  of  olive- 
green  scales.    In  other  respects  like  ohvenite.    Soluble  in  nitric  acid,  and  in  ammonia. 

Obs. — The  copper  mines  of  Tingtang,  Wheal  Gorland,  and  Wheal  Unity,  near  Redruth,  are  its 
principal  localities  in  Corn\\'all.  Occurs  also  crystallized  in  iron  ore  at  Sayda  in  Saxony;  in 
minute  crystals  at  Herrengrund  in  Hungary ;  Moldawa  in  the  Bannat. 

Taking  ^  R  as  the  fundamental  rhomboliedron,  then  B  A  i?=88°  46',  and  a=  1-7768. 

Alt. — Found  altered  to  chrysocolla. 


549.  BERLINITE.    Berlinit  C.  W.  Blomsirand,  Priv.  contrib.,  dated  Lund,  Dec.  9,  1867. 
Compact  massive,  without  a  trace  of  cleavage. 

H.=:6.  G.  =  2*64:.  Lustre  vitreous.  Colorless  to  grayish  or  pale  rose- 
red.    Streak  uncolored.    Translucent.    Fracture  uneven. 

Comp. — i^l  P -f- 1^  I'T,  Blomstrand,  =  Phosphoric  acid  55  9,  alumina  40-5,  water  3-6  =  100. 
Analysis  :  C.  W.  Blomstrand  (1.  c.) : 

54-84  ^1  40-27  ?e  0-26  11  4-14=99  51. 

Pyr.,  etc. — B.B.  whitens  without  fusing.  A  deep  blue  color  with  cobalt.  Hardly  attacked  by 
acids.  Easily  decomposed  on  fusion  with  alkalies,  and  the  resulting  mass  soluble  in  water  with 
evolution  of  much  heat. 
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Obs.— Resembles  quartz.    From  the  iron  mine  of  Westana  in  Scania,  Sweden,  where  it  occurs 
sparingly  in  quartz,  from  which  it  is  ordinarily  separated  by  a  thin  layer  of  lazulite. 
Named  after  Prof.  N.  H.  Berlin,  of  the  University  of  Lund. 

550.  CALLAINITE.    TCallaina  Plin.,  xxxvii.  33.    Turquois  pt.    CaEais  Damour,  C.  R.,  lis 

936,  1864.  Callainite  Dana. 

Massive.    Texture  wax-like. 

H.=3*5— 4.  G.=2'50— 2-52.  Color  apple-green  to  emerald-green, 
spotted  or  lined  with  whitish  and  bluish.  Translucent. 

Comp.— ^1  ^+0  H=Phosphoric  acid  42-39,  alumina  30-75,  water  26-86=100.  Analysis :  A. 
Damour  (1.  c.) : 

f  '-M  3Pe         Mn         Ca  fi  Sand 

42-58  29-57  1-82  tr.  0-70  23-62  2-10=100-39. 

Pyr.,  etc. — When  heat«d  yields  water,  and  becomes  opaque,  chocolate-brown,  and  friable. 
B.B.  infusible. 

Obs.— From  a  Celtic  grave,  near  Mane-er  H'roek  in  Lockmariaquer,  in  rounded  pieces  from  the 
size  of  a  flax-seed  to  that  of  a  pigeon's  egg,  and  found  in  the  collections  of  the  Polymathic  Society 
of  Morbihan,  in  western  France. 

Damour  makes  this  mineral  the  callads  of  Pliny,  and  especially  in  view  of  its  green  color.  But 
the  callais  was  blue,  and  the  green  stone  really  related  to  it  was  probably  the  callaina  (see  p. 
581).  Yet,  as  this  identity  is  not  estabUshed,  the  name  callainite  is  better  than  Pliny's  name 
unmodified. 

551.  LAZULITE.  Himmelblau  Fossil  von  Steiermark  [Styria]  Widenmann,  Bergm.  J.,  346, 
Ap.  1791  ;  Smalteblaue  F.  von  Yorau,  Schriffc.  Ges.  K  Berlin,  ix.  352,  1791;  Naturliche  Smalt; 
Berlinerblau,  Eisenblau  [— Vivianite]  ;  Bergblau  [=:Chrysocolla] ;  Uniichter  Lasurstein  [= False 
Lapis-Lazuli],  Stiitz,  Einricht.  Nat.  Wien,  49,  1793;  Lazulit  — Kieselerde-f-Thonerde  +  Eisenerde, 
Klapr.,  Schrift.  Ges.  N".  Berl.,  x.  90,  1792,  Beitr.,  i.  197,  1795.  Dichter  blauer  Feldspath  (fr. 
Krieglach,  Styria)  Klapr. ^  Beitr.,  i.  14,  1795;  Lazulith  Z'ta^r.,  Beitr.,  iv.  279,  1807.  Blue  Spar, 
Blue  Feldspar.  Wahrscheinlich  n.  Foss.  aus  d.  Salzburgischen,  Siderit,  v.  IIoU,  Jahrb.  B.  H.,  iv. 
71,  1799  (with  bad  anal,  by  Heun);  Mollit  Haherle,  Haudb.,  18u4;=  Lazulith  Mohs,  Null  Kab.,  i. 
427,  1804.  Blauspath  Wern.  Voraulite  Delameth.^  Min.,  1812.  Azurite  Jameson^  Min.,  i.  341, 
1816.  Phosphorsaure  Thouerde,  etc.,  Fuchs,  Schw.  J,,  xxiv.  373,  1818.  Klaprothite  Beud.,  Tr., 
464,  1824;  Klaprotlihie  id.,  ii.  576,  1832. 

Monoclinic.  6^=88°  15',  7 A  7=91°  30',  0  M-l=nr  45',  Priifer ; 
a  '.h  :      0*86904  :  1  :  1*0200.    Observed  planes  as  in  the  annexed  figures. 

0  A  -2  =  111°  37'  0  A  f^=:150°  15'  0  A  -|=141°  3' 

0  A  2-^=120  42i  6>  A  1  =  140  20  2  A  2,  front,  =  100  20 

1  A  1,  front,  =  115  30  6>  A  1  =  129  10  -2  A -2,  "    =99  40 
6>A2-^=12115  6>  A  7=90  23  2-^A|=14138 

Twins :  composition-face  i-i ;  also  0^  as  in  f.  481.  Cleavage :  lateral, 
indistinct.    Also  massive. 

H.  =  5-6.  G.=3*057,  Fuclis ;  3*067-3*121,  Priifer;  3*122,  Smith  & 
Brush.  Lustre  vitreous.  Color  azure-blue ;  commonlv  a  fine  deep  blue 
viewed  along  one  axis,  and  a  pale  greenish-blue  along  another.  Streak 
white.  Subtranslucent — opaque.  Fracture  uneven.  Brittle.  Plane  of 
optical  axes  clinodiagonal ;  bisectrix  negative  and  inclined  50°  39'  to  a 
normal  to  the  edge  -^2  /-2,  and  70°  to  a  normal  to  2-^;  angle  large,  for 
the  red  raj  in  oil  77?  16' ;  Descl. 
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Comp.— 0.  ratio  for  S,  Al,  P,  II=:1  :  3  :  5  :  1 ;  whence  ^1  ^  +  %  ^l. ;  or  3^1  ^+(%,  Fe)  H, 
Dana.=Phosp]ioric  acid  46-S,  alumina  34-0.  magnesia  13-2,  water  6  0  =  lu0. 

Analyses:  1.  Fuchs  (ScUweig.  J.,  xxiv.  373)  f  2,  R.  Brandes  (ib.,  xxs.  385) ;  3-8,  Rammelsberg 
fPogg..  Ixiv.  2t-;0);  9,  l-i,  Smith  &  Brush  fAm.  J.  Sci.,  II.  xvi.  37u) :  11.  Igelstrom  (J.  pr.  Ch., 
Ixiv.  252,  fr.  CEfv.  Ak.  Stoekh.,  1854);  12,  C.  W.  Blomstrand  (priv.  contrib.,  Dec.  9,  1867): 


1.  Radelgraben  41-81 

2.  Krieglach  43-32 

3.  Gratz.    G.  =  3-ll  42-41 

4.  "  48-84 
0.  "  "  46-99 
6  Krieglach.    G.  =  2-02  40-95 

7.  "  47-36 

8.  -  "  47-73 

9.  Xorth  Carolina  43-38 

10.  "  44-15 

11.  Wermland  47-52 

12.  ^estana  43-83 


Fe 

Mg 

Ca 

35-73 

2-64 

9-31 

34-50 

0-80 

13-56 

0-42 

29-58 

10-60 

10-67 

1-12 

33-09 

6-69 

9-00 

1-44 

27-62 

6-47 

11-19 

2-12 

36-22 

1-64 

12-85 

1-42 

30-05 

1-89 

12-20 

1-65 

27-48 

1-yl 

12-16 

4-32 

31  22 

8-29 

10-06 

3217 

8-05 

10-02 

32-86 

10-55 

8-58 

ir. 

32-S2 

7-82 

9-05 

0-84 

H 

6-06,  Si  2-1  =  87-68  Fuchs. 
0-50,  Si  6-5  =  99-6  Brandes. 
5-62=:  100  Rammelsberg. 
5-94=100  Rammelsberg. 

5-  61  =  100  Rammelsberg. 

6-  92  =  100  Rammelsberg. 
6-85  =  100  Rammelsberg. 
6-40  =  100  Rammelsberg. 

5-68,  Si  1-07  =  99-70  Smith  &  Br. 
5-50,  Si  1-07  =  100-96  Smith  &  Br. 
5-30,  Mn  <r.  =  99-81  Igelstrom. 
5-92,  Mn  0-18,  Cu  0-l  =  10,r36  BL 


Rammelsberg  found  some  silica,  as  impurity,  in  his  analyses,  -which  is  excluded  in  the  results 
above  given. 

Pyr.)  etc. — In  the  closed  tube  whitens  and  yields  water.  B.B.  -with  cobalt  solution  the  blue 
color  of  the  mineral  is  restored.  In  the  forceps  whitens,  cracks  open,  swells  up.  and  without 
fusion  faUs  to  pieces,  coloring  the  flame  bluish-green.  The  green  color  is  made  more  intense  by 
moistening  the  assay  with  sulphuric  acid.  With  the  fluxes  gives  an  iron  glass ;  with  soda  on 
charcoal  an  infusible  mass.    Unacted  upon  by  acids,  retaining  perfectly  its  blue  color. 

Obs. — Occurs  both  massive  and  crystallized  in  narrow  veins,  traversing  clay  slate,  in  the 
torrent  beds  of  Schladming  and  Radelgraben,  near  Werfen  in  Salzburg,  with  spathic  iron ;  in 
Gratz,  near  Torau :  in  ^^ieglach,  in  Styria ;  at  Hochthiiligrat,  at  the  Goruer  glacier,  Rympfisch- 
wang.  Upper  Valais,  in  Switzerland,  H.= about  4;  also  in  veins  or  pock-ets  in  quartzite,  in  Hoits- 
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jober^,  "\Vermland,  massive  and  granular,  sometimes  in  8-sided  crystals  6  inches  long  and  2  inche  s 
in  diameter;  in  the  iron  mine  of  Westana,  in  Scania,  Sweden,  massive,  of  a  dark  azure  color; 
also  at  Tijuco  in  Miuas  G-eraes.  Brazil.  Abundant  at  Crowder's  Mt.,  Lincoln  Co.,  N.  C. ;  and  iu 
fine  sky-blue  crystals,  often  1 — 1^  inch  long  and  broad,  on  Grraves  Mt,  Lincoln  Co.,  Ga.,  50  ui. 
above  Augusta,  -with  cyanite,  rutile,  pyrophyllite,  etc. 

The  name  lazulite  is  derived  from  an  Arabic  word,  azul,  meaning  Jieaven,  and  alludes  to  the 
color  of  the  mineral. 

On  cryst,  Priifer,  Nat.  AbhandL  Wien,  i.  169;  Dana,  Am.  J.  ScL,  II.  xxvii.  38. 

552.  BARRANDITE.    Barrandit  v.  Zepharovich,  Ber.  Ak.  Wien,  Ivi.  1867. 

In  spheroidal  concretions,  indistinctly  radiated  fibrous,  with  the  surface 
crystalline  angular  ;  concentric  in  structure. 

H.=^'5.  Gr.=:2'576.  Lustre  between  vitreous  and  greasy.  Color  pale- 
bluish,  reddish,  greenish  or  yellowish-gray.  Streak  yellowish  to  bluish- 
white.    Translucent  to  opaque. 

Comp.— 0.  ratio  for  E  P,H=:^  :  5  :  4,  with  Pe-ff  ^1;  wheuce  (i  3Fe+f  il)^-H4  H= 

Phosphoric  acid  40*GB,  alumina  12-61,  sesquioxyd  of  iron  26-16,  water  20-6u  =  100.  Analyses:  E. 
Boricky  (L  c.) : 

f  ^1  ^e  H 

39-68  12-74  26-o8  21-00  =  100. 

Pyr.,  etc. — Yields  water  with  an  acid  reaction.  B.B.  splits  open  and  becomes  darker  in 
color ;  moisteued  with  sulphuric  acid  colors  the  flame  bluish-green.    Soluble  in  hot  ujuriatic  acid. 

Obs. — Occurs  at  Cerhovic,  N.ISr.W.  of  Przibram,  in  Bohemia,  m  clefts  in  a  Lower  Silurian  sand- 
stone, with  cacoxene  and  stilpnosiderite ;  the  translucent  globules  to  1-^  mm.  iu  diameter, 
and  having  within  some  resemblance  to  opal ;  the  opaque  variety  -without  lustre ;  sometimes 
a  grain  of  iimonite  at  centre,  and  particles  of  the  same  as  impurity. 

Alt.—  Stated  to  give  origin  by  alteration  to  dufrenite,  similar  globules  and  fibrous  crusts  at  the 
locality  having  the  composition  of  the  latter  mineral 


553.  SCORODITE.  Cupreous  Arseniate  of  Iron.  Cupro-martial  Arsenate  Bourn.,  Phil.  Trans., 
1801,  191.  Martial  Arseniate  of  Copper.  Cuivre  arseniate  ferrifere  ff.,  Tabl.,  91,  1809.  Skoro- 
dit  Breiih.,  Hoffm.  Handb.,  iv.  2,  182,  1817.  Scorodite  and  Neoctese  BevA,  ii.  605,  607,  1832; 
Descl.,  Ann.  Ch.  Phys.,  III.  x.  403.  Arsenik sinter,  Eisen-sinter,  Hermann,  Bull.  Soc.  Imp.  Nat. 
Moscou,  i.  254,  1845.  Kobalt-scorodit  Lippmann,  v.  Hornberg,  Zool.  Min.  Ver.  Regensb.,  xi. 
172. 

Orthorliombic.  I  ^  7=98°  2',  O  A  1-^=132°  20^ ;  a:l:  c=l-097T  :  1  : 
I'loll.    Observed  planes  as  in  the  annexed  figure,  w^ith  also  /,  2-^,  2-5. 

i-2  A  ^-5  =  120°  10'  1  A  1.  bas.,  =  110°  58' 

i-^^i-^  =  lbO  5  i  A  1  pyr.,  =  134  38, 127 18 

1  A  1,  pyr.,=rlU34:  and  103  5  ^  A  ^  bas.,==  72  2 

Cleavage  :  i-^  imperfect,  i-i  and  i-l  in  traces. 

H.  =  3-5— 4.  G.=3-l— 3-3.  Lustre  vitreous— subadaman- 
tine  and  subresinous.  Color  pale  leek-green  or  liver-brown. 
Streak  white.  Subtransparent  —  translucent.  Fracture 
uneven. 

Comp.— IPe Is -f  4 ft = Arsenic  acid  49-8,  sesquioxyd  of  iron  34-7,  water  15-5  =  100.  Analyses: 
1,  Berzehus  (Ak.  H.  Stockh..  350,  1824.  Jahresb.,  v.  205);  2,  Boussingault  (Ann.  Ch.  Phys.,  xii 
837);  3  —  6,  Damour  (Ann.  Ch.  Phys.,  HI.  x.  412): 
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Is 

1. 

Brazil,  Keoctese 

50-78 

34-85 

15-55 

0-67,  Cu  ^r.  =  101-85  Berzellus. 

2. 

Popayan 

49-6 

84-3 

16-9 

 ,  l*b  0-4=101-2  Boussingault. 

3. 

Vaulry,  gn.  crystt. 

50-95 

31-89 

15-64 

 =98-48  Damour.    G.  =  3-ll. 

4. 

Cornwall,  blue  cnjsi. 

51-06 

32-74 

15-68 

 =99-48  Damour. 

5. 

Saxony,  hluiah 

52-16 

33-uO 

15-58 

 =  100-74  Damour. 

6. 

Brazil,  Neoctese 

50-9d 

33-20 

15-70 

 =98-86  Damour.    G-.  =  3-18. 

An  Iron-sinter  (Eisensinter,  Arsenik -sinter),  from  Nertschiusk,  .analyzed  by  Hermann,  is  au 
amorphous  scorodite.  Hermann  obtained  (J.  pr.  Ch.,  xxxiii.  95)  As  48-05,  iFe  36  41,  H  15-54= 
luo. 

Pyr.,  etc. — In  the  closed  tube  yields  neutral  water  and  turns  yellow.  B.B.  fuses  easily,  color- 
ing the  flame  blue.  B.B.  on  charcoal  gives  arsenical  fumes,  and  with  soda  a  black  magnetic 
scoria.    With  the  fluxes  reacts  for  iron.    Soluble  in  muriatic  acid 

Obs. — Found  of  brown  color  in  the  granitic  mountains  of  Schwarzenberg  in  Saxony,  associated 
with  arsenopyrite ;  at  L  iling,  near  Huttenberg  in  Cariuthia,  with  leucopyrite;  at  Clianteloube, 
near  Limoges  ;  at  Xertschinsk,  Siberia,  in  fine  crystals  ;  also  as  an  amorphous  crust  or  iron-sinter 
on  beryl,  topaz,  and  quartz ;  leek-green,  in  the  Cornish  mines,  coating  cavities  of  ferruginous 
quartz ;  at  the  Minas  Gcraes,  in  Brazil ;  in  Popayan ;  at  the  gold  mines  of  Victoria  in  Australia,  in 
quartz  with  arsenopyrite  and  gold. 

Occurs  in  miuute  crystals  and  druses  of  leek-green  and  greenish- white  colors,  near  Edenville, 
X.  Y.,  with  arsenopyrite.  iron-sinter,  etc,  in  white  limestone;  in  Cabarras  Co.,  X.  C,  on  G. 
Luderick's  farm,  in  aggregations  of  greenish-white,  brownish-  and  leek-green  crystals  ;  coating 
cavities  of  quartz  and  hmonite  with  copper  ores  and  pyrite. 

The  cobalt-scorodite  of  Lippmann  (1.  c;  occurs  in  bluish  crystals  with  quartz  and  hypochlorite, 
at  Sehneebf^rg ;  it  has  not  been  analyzed. 

Xamed  from  vkoo  f5;.,  garlic,  aUudiug  to  the  odor  before  the  blowpipe. 

Ait. — Scorodite  occurs  altered  to  limonite. 


554.  WAVELLITE.  TTaveUite  Bahhington,  Davy's  Mem.  in  Phil.  Tr.,  102,  1805.  HydrargU- 
lite  Bavy^  ib.,  155,  162.  Devouite  TJionison.  Straliliger  Hydrargilht  (=columnar  var.  of  Dias- 
pore)  Hausm.,  Handb.,  443,  1813.  Lasionit  Fuchs,  Schw.  J.,  xviii.  288,  1816.  xxiv.  121.  Strie- 
gisan  Breitli.,  Schw.  J.,  Ixii.  379,  1831.  Thonerdephosphat  Germ.  Alumine  phosphatee  Fr. 
Subphosphate  of  Alumine. 


Ortlioi-liombic.    I^  7=126°  25^  0  A  l-z=143°  23';  a  :  I 
1  :  1'4943.  Observed  planes  as  in  the  annexed  tigure,  with 
also  1,  2-2,  and 


=0-7431 

483 


1  A  7=129°  47' 
1  A  1,  mac,  =  146  28 
1  A  1,  brach.,  =  110  20 
1  A  1,  bas.,  =  79  34 


2-2  A  2-2,  mac.,= 
2-2  A  2-2,  brach. 
2-2  A  2-2,  bas.,= 


17°  23' 
118  33 


:93  7 


i-l  A  ^-|  =  123  57 


Cleavage:  7  rather  perfect ;  also  brachydiagonal.  Usually 
in  hemispherical  or  globular  concretions,  having  a  radiated 
structure. 

H.  =  3-25— 4.   G.  =  2-337,  Barnstaple,  Ilaidiuger;  2-316, 
Irish  variety,  Richardson.    Lustre  vitreous,  inclining  to  pearly  and  resin- 
ous.   Color  white,  passing  into  yellow,  green,  gray,  brown,  and  black. 
Streak  white.    Translucent.    Index  of  refraction  1-52. 

Comp.— 0.  ratio  for  Al,  ^,  H=9  :  10  :  12;  whence  A?p2+12tl,  or  perhaps  AlP+i  AiH='+ 
5  H= Phosphoric  acid  34-4,  alumina  37-3,  water  28-3  =  lU0;  or  the  same  with  4^  H=Phosphoric 
acid  35-1,  alumina  38-1,  water  26-8  =  100.' 

Analyses:  1,  2.  Fuchs  (Schw.  J,,  xxiv.  121);  3,  Berzelius  (Schw.  J.,  xxvii.  63 j;  4-7,  Erdmann 
(Schw.  J.,  Ixix.  154);  8,  Hermann  (J.  pr.  Ch.,  xxxiii.  288);  9,  Sonnenschein  (J.  pr.  Ch.,  hii.  344); 
10,  Genth  (Am  J.  Sci.,  II.  xxiu.  423)- 
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if 

Ai 

re 

H 

1. 

Devonshire 

35-12 

37-20 

— 

28-00 

 =100-32  Fuchs. 

2. 

S4  84 

37-16 

— 

28-00 

 —  1 00  Fuchs. 

3. 

33  40 

35-35 

1-25'^ 

26-80 

2  06,  Ca  0-50  =  99-39  Berzelius. 

4. 

Striegis,  Uue 

"      green,  yellow 

34  06 

36-60 

100 

27-40 

/r.  =  99-06  Erdmaun. 

5. 

33-28 

36-39 

2-69 

27-10 

^r.  =  99-46  Erdmann. 

6. 

"  hrown 

31-55 

34-90 

2-:^l 

24-01 

Si  7-30  =  99-97  Erdmann. 

7. 

"  Hack 

32-46 

35-39 

1-5 

24-00 

tr.^  Si  6-65  =  luO  Erdmann. 

8. 

Zbirow 

34-29 

36-39 

1-20 

26-34 

1-69=98-91  Hermann. 

9. 

AlleudorfF 

32-16 

35-76 

28-32 

tr.,  Ca  0-86,  gi  2-70  =  98  80  Sonn. 

10. 

Chester  Co.,  Pa. 

34-68 

36  67 

28-29 

tr.,  limonite  0*22  =  99-86  Genth. 

*  With  peroxyd  of  manganese. 


Hermann  obtained  much  less  fluorine  than  Berzelius,  and  gives  a  diflerent  formula.  But  Ber- 
zelius remarks  that  this  ingredient  may  easily  fall  short. 

The  cement  of  a  conglomerate  near  Loughliill,  Co.  of  Limerick,  Ireland,  consisting  of  emerald- 
green,  with  some  white,  crystals,  approaches  wavellite  in  composition,  affording  A.  Gages  (J.  G. 
Soc.  r-ubl.,  viii.  73)  f  3u-88,  ^cl  36-16, 3Fe  1-81,  Ni  0-33,  H  23-56,  F  ir.,  gi  3-61,  apatite  1-58.  quart? 
1  ■011=98-94.  A  wavellite  containing  oxyd  of  lead  occurs  at  Rosieres  in  stalactites,  as  detected 
by  Benhier. 

Pyr.,  etc. — In  the  closed  tube  gives  off  much  water,  the  last  portions  of  which  react  acid  and 
color  Brazil-wood  paper  yellow  (fluorine),  and  also  etch  the  tube.  B.B.  in  the  forceps  swells  up 
and  sphts  frequently  into  fine  acicular  particles,  which  are  infusible,  but  color  the  flame  pale  green  ; 
moistened  with  sulphuric  acid  the  green  becomes  more  intense.  Gives  a  blue  with  cobalt  solu- 
tion. Some  varieties  react  for  iron  and  manganese  with  the  fluxes.  Heated  with  sulphuric  acid 
gives  off  fumes  of  fluchydric  acid,  which  etch  glass.  Soluble  in  muriatic  acid,  and  also  in  caustic 
potash. 

Obs. — "WaveUite  was  first  discovered  in  a  tender  clay  slate  near  Barnstaple,  in  Devonshire,  by 
Dr.  Wavel.  It  has  since  been  found  at  Clonmel  and  Cork,  Ireland ;  in  the  Shaint  Isles  of  Scot- 
land ;  at  Zbirow  in  Bohemia ;  Zajecov  in  Bohemia :  at  Frankeuberg  and  Langenstriegis,  Saxony ; 
Diensberg  near  Giessen,  Hesse  Darmstadt ;  on  brown  iron  ore  in  the  Jura  limestone  at  Ainberg 
in  Bavaria  (the  lasionite  of  Fuchs) ;  in  a  manganese  mine  at  Weinbach  near  Weilburg  in  Nassau 
(Genth) ;  at  Villa  Rica,  Minas  Geraes,  Brazil, 

In  the  United  States  reported  as  found  near  Saxton's  River,  BeUows  Falls,  N.  H. :  also  at  the 
slate  quarries  of  York  Co.,  Pa.,  near  the  Susquehanna;  at  Washington  mine,  Davidson  Co.,  N.  C, 
with  actinolite,  pyrite,  and  native  silver ;  at  Steamboat,  Chester  Co.,  Pa.,  in  a  bed  of  limonite, 
abundant  in  stalactitic  forms,  part  looking  like  gibbsite,  part  drusy  with  rhombic  crystals,  and 
often  coated  with  a  pearly  scaly  mineral  yet  undetermined. 

Named  after  Dr.  Wavel,  the  discoverer.  The  species  was  considered  a  variety  of  diaspore  by 
D'Aubuisson,  Bournon,  Hausmaun,  and  some  other  early  mineralogists,  and  placed  next  to  dias- 
pore by  AYerner  in  1817 ;  while  Jameson  arranged  it  in  1816  among  the  zeoUtes. 

Calculating  from  the  angle  /  A  7=126°  25',  the  prism  i-^  has  the  angle,  over  2-T,  =  90°  34',  very 
near  the  angle  /  A  /  of  lazulite. 

554A.  Kapnicite  Kenng.,  Ueb.,  1855,  and  1856-57,  Probably  wavellite.  Occurs  in  fibrous 
radiated  rounded  concretions,  the  fibres  rhombic  prisms  pyramidally  terminated,  wiih  vitreous 
lustre ;  H,  =  3-5— 4;  G.  =  2-356  (Stadeler).  Stadeler  obtained  (Ann.  Ch.  Pharm.,  cix.  30-5)  J*  35-49, 
3^1  39-59,  with  water  24-92  (from  the  loss)=100,  and  remarks  on  the  close  approximation  to 
wavellite.    From  Kapnik  in  Hungary. 

554B.  Plaxerite.  Under  this  name  Hermann  has  described  (Bull.  Soc,  Nat.  Mosc,  xxxv,  240, 
1862)  a  mineral  from  the  copper  mines  of  Gumeschefsk,  in  the  Ural,  It  occurs  in  thin,  sub- 
crystalline,  botryoidal  layers  in  the  cavities  of  a  quartz  rock,  H.=5;  G,  =  2-65,  Color  on  fresh 
surface  verdigris-green,  passing  to  olive-green  on  exposure  to  the  air.  Lustre  dull.  Translucent 
on  the  edges.    Analysis  afforded : 

1^  33-94       ^137-48       Cu  3-72       Fe  3-52       fl  20-93  =  99  59. 

From  which  Hermann  deduces  the  formula  (XP^2+9  H)  +  f  (Cu,  Fe)H.  He  regards  the  hydrated 
oxyds  of  iron  and  copper  as  unessential,  and  as  occurring  in  many  other  aluminous  phosphates 
as  turquois,  peganite,  and  fischerite. 

B.B.  in  tube  decrepitates,  yieldmg  mnch  neutral  water.  Easily  soluble  in  borax,  giving  coppe- 
reaction.  Only  slightly  attacked  by  acids,  but  easily  decomposed  by  boihng  with  causiic  soda 
Named  after  Planer,  director  of  the  mines.    Possibly  impure  wavelKte. 
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555.  TROLLEITE.    TroUeit  C.  W.  Blomstrand,  Priv.  contrib.,  dated  Dec.  9,  18G7. 
Compact,  witli  indistinct  cleavage. 

n.  a  little  below  6.  G.  =  3*10.'  Lnstre  more  or  less  vitreous.  Coloi 
pale  green.   Fractm'e  even,  to  conchoidal. 

Comp.— H^=Phosphoric  acid  4*7-8,  alumina  46-2,  water  6-0  =  100.  Analysis:  C.  W 
Blomstrand  (1.  c.) : 

^  ^1  3Fe  Ca  H 

(I)  46-72  43-26  2-75  0-97  6-23  =  99-93. 

Pyr.,  etc.— B.B.  same  as  for  berlinite.    Scarcely  attacked  by  acids. 

Obs. — Constitutes  small  detached  masses  and  veins  in  other  phosphates,  at  the  iron  mine  of 
Westana,  in  Scania,  Sweden. 

Named  after  the  chemist  H.  G.  Trolle  T\"aclitmeister. 

556.  PLUMBOG-UMMITE.  Plomb  rouge  en  stalactites — tantot  en  globules,  de  Lisle,  Demeste 
Lettres  Min.,  ii.  399,  1779;  Crist.,  iii.  399,  1783.  Sel  acide-phosphorique-martial  G.  de  Lau- 
mont,  J.  de  Phys.,  xxviii.  385,  1786.  Plomb-gomme  de  Laumont.  Aluminiate  de  Plomb  aveceau 
de  combinaison  Berz.,  in  his  Nouv.  Min.,  283,  1819.  Bleigummi,  Blei-aluminat,  etc.,  Btrz.,  Schw. 
J.,  xxvii.  65,  1819  (trl.  fr.  Nouv.  Min).  Native  Aluminiate  of  Lead  Smifhson,  Ann.  Phil.,  xiv. 
31,  1819  (citing  Berz.,  and  also  a  letter  by  de  Laumont,  in  which  S.  Tennant  (who  died  in 
1815)  is  said  to  have  first  analyzed  plombgomme  and  made  it  a  combination  of  oxyd  of  lead, 
alumina,  and  water),  Plomb  hydro-alumineux  H.,  Tr.,  iii.  410,  1822.  Gummispath  i^rezY/i.,  Char., 
56,  1832.  Plomgomme  Beud.,  Tr.,  ii.  1832.  Plumbo-gummite  Shep.,  Min.,  ii.  113,  1835. 
Plumbo-resinite  Bajia,  Min.,  230.  1837.  Gummibleispath,  Bleihydroaluminat,  Geryn.  Hitch- 
cockite  Shep.,  Rep.  Canton  Mine,  Ga.,  1856,  Min.,  401,  1857. 

Reniform,  globular,  botryoidal,  with  sometimes  a  concentric  structure  ; 
in  thin  crusts;  compact  massive. 

H.=4:-5.  G.=:4-04  ;  6421,  Breith. ;  4-88,  fr.  miissiere,  Dufrenoy  ; 
4'Oltl:,  hitchcockite,  Genth.  Lustre  resinous  or  gum-like.  Color  yel- 
lowish-gray, reddish-brown,  greenish ;  also  yellowisli-white ;  sometimes 
grayish-white,  bluish.  Streak  uncolored.  Translucent ;  subtransparent. 
Fragile. 

Comp. — Analyses:  1,  BerzoHus  (Schw.  J.,  xxvii.  65);  2,  Dufrenoy  (Ann.  Ch.  Phys.,  lix.  440); 
3-5,  Damour  (Ann.  d.  M.,  III.  xvii.  101) ;  6,  Genth  (Am.  J.  Sci.,  II.  xxiii.  424)  : 

P       S  ^1  i»b      H  Ca  Si 

1.  Huelgoet               0-20  37-00  40-14  18*80  1'80»     0-60=:98-54  Berzelius. 

2.  Nuissiere   34-23  37-51  16'13  2  11,  WP  7'79  =  97-77  Dufrenoy, 

3.  Huelgoet       8-06  0-30  34-32  35-10  18-70  0-20  0-80   .  Pb  CI  2-27  — 99-75  Damour. 

4.  "  12-05  0-25  11-05  62  15    6-18       '     "     8-24=99-92  Damour. 

5.  "  15-18  0-40    2-88  70-85    1-24  "     9-18  =  99-73  Damour. 

6.  HiichcocMie  18-74           25-54  29  04  20-86  0  90  1-44   ,  C  1-98,  CI  0-04,  insol.  0-48=99-02  G. 

°-  With  some  Mn^O^ 

Berzelius  made  the  mineral  a  hydrous  aluminate  of  lead,  i*bXP  +  6B[.  Damour  concluded 
from  his  results  that  in  Berzelius's  investigation  the  phosphoric  acid  was  precipitated  with  the 
alumina  and  oxyd  of  lead,  and  so  lost  sight  of.  He  observes  that  his  own  analyses,  though  so 
widely  different,  agree  in  affording  1  :  1  for  the  0.  ratio  of  water  and  alumina,  and  regards  the 
aUimina  as  present  in  the  state  of  a  hydrate.  He  writes  for  the  formula  of  anal.  3,  tb^P+6 
H^.    Dufrenoy  inclines  to  adopt  Damour's  view  (Min.,  iii.  294,  1856). 

In  Genth's  analysis  of  liitclicockite,  the  0.  ratio  for  the  water  and  alumina  is  3  :  2  ;  for  the  whole 
i»b,       iP,  H,  21  :  12-2  :  ln-.5  :  18-5,  which  corresponds  to  2  ^li^  + W:^+4  Al.H^+10  H.  „ 

An  earthy  mineral  from  Rosieres  afforded  Berthier  (Ann.  d.  M.,  III.  xix.  669)P(witk  tr.  of  As) 
25-5,  ^1  23-0,  f»b  10-0,  Cu  3-0,  H  and  organic  matt-ers  38  0=99-5. 
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Pyr.,  etc. — In  the  closed  tube  decrepitates  and  yields  svater.  B.B.  in  the  forceps  swells  np 
like  a  zeolite,  colors  the  flame  azure-blue,  but  is  imperfectly  fused  On  charcoal  gives  in  addition 
a  faiut  wliite  coating  of  chlorid  of  lead  ^Plattner).  With  soda  gives  metallic  lead.  \Yith  cobalt 
solution  gives  a  blue  color.    With  the  sodium  test  yields  a  phosphid.    Soluble  in  nitric  acid, 

Obs.— Occurs  in  clay  slate  at  Huelgoet  in  Brittany,  associated  with  galenite.  blende,  pyrite, 
and  pyromorphite ;  also  in  a  lead  mine  at  Nuissiere.  near  Beaujeu  ;  at  Roughten  Gill,  Cumberland  ; 
at  Mine  la  Motte,  Missouri;  at  Canton  mine,  Ga.,  with  galenite,  etc.  {lii'chcockite). 

Named  from  the  Latin  j^^umhum,  lead,  atid  gummi,  gum.  The  identity  of  de  Lisle's  mineral 
(which  was  carnelian-hke  in  color)  with  plorabgomme,  though  questioned  by  de  Laumont  in  his 
early  paper,  is  admitted  in  his  letter  cited  in  Ann.  Phil,  xiv.  31,  1819. 

The  mineral  looks  usually  like  drops  or  coatings  of  gnim,  also  at  times  somewhat  like  chalcedony 
or  allophane.  It  differs  from  globular  pyromorphite  or  blende  in  not  being  fibrous  within.  The 
hiicJicockrie  occurs  in  botryoidal  crusts  and  thin  coatings,  white,  bluish,  yellowish,  or  greenish, 
allophane-like,  sometimes  concentric  in  structure;  Shepard  gives  H.  =  2*75  — 3,  and  says  that  it 
loses  29  p.  c.  on  ignition. 

557.  CALCIOFEHRITE.    Calcoferrit  J.  R.  Blum,  Jahrb.  Min.  1858,  287. 

Monoclinic  ?  Foliated  massive.  Cleavage  :  very  perfect,  or  foliated,  in  one  direction ;  traces  in 
another  at  right  angles  to  the  perfect  one  ;  also  in  another  oblique  to  the  same.    In  nodules. 

H.  =  2'o.  G.  =  2-523  — 2-529,  Reissig.  Lustre  of  cleavage-face  pearly.  Color  sulphur-yellow, 
greenish-yell®w  to  siskin-green,  yellowish,  white.  Streak  sulphur-yeUow.  Thin  laminye  translu- 
cent. Brittle. 

Analysis  by  Reissig  a.  c),  giving  nearly  4^,  3  Jf,  6     19  H;  2  11^:^+2  BP+Sfi^+ 16  fi  : 

f  34-01    Pe  24-34    ^1  2-90    Mg  2-65    Ca  14-81  v'H  20-56=99-27. 

B.B.  fuses  easily  to  a  shining  black  magnetic  globule.    Easily  decomposed  by  muriatic  acid. 
In  nodules  in  a  bed  of  clay  at  Battenberg  in  Rhenish  Bavaria.    The  exterior  of  the  nodules  is 
yellowish-  or  reddish-brown  impure  calcioferrite. 

558.  PHARMACOSIDERITE.  ?Fer  mineralise  par  I'acide  arsenique  Proust.  Ann.  Chem., 
i.  195,  1790;  Arsenicated  Iron  Ore  Kirwan,  ii.  189,  1796.  Olivenerz,  Arseniksaures  Eisen  in 
Wiirfeln  kryst.  (fr.  Carharrack)  Klavr.,  Schrift.  Ges.  nat.  Fr.  Berl.,  1,  161,  1786,  Beitr.,  iii.  194, 
1802  ;  Wiirfelerz,  var  of  Ohvenerz,  Lenz,  ii.  18,  151,  1794.  Wiirfelerz  Karsten,  Tab.,  66,  1808. 
Cube  Ore.    Pharmakosiderlt  ffausm.,  Handb.,  1065,  1813. 

Isometric  ;  tetraliedral.  Observed  planes  :  0,  1,  2,  /;  f.  1,  29,  etc. 
Crystals  modilied  cubes  and  tetraliedrons.  Cleavage  :  cubic ;  imperfect. 
0  sometimes  striated  parallel  to  its  edge  of  intersection  with  plane  1  (f.  29); 
planes  often  curved.    Rarely  granular. 

H.  =  2'5.  G.  =  2'9  — 3.  Lustre  adamantine  to  greasy,  not  very  distinct. 
Color  olive-green,  passing  into  vello wish-brown,  bordering  sometimes  upon 
hyacinth-red  and  blackish-brown ;  also  passing  into  grass-green,  emerald- 
green,  and  honey-yellow.  Streak  green — l)4'own,  yellow,  pale.  Subtrans- 
parent — subtranslucent.    Eather  sectile.  Pyroelectric. 

Comp.— 0.  ratio  for  R,  ^s,  11=4  :  5  :  5  ;  whence  3  ¥?e  A8  +  3Fe"fi^-f-12  fif,  with  one-eleventh 
of  the  As  replaced  by  iP= Arsenic  acid  39*8,  phosphoric  acid  2*5,  sesquioxyd  of  iron  40  6,  water 
17-1  =  100.    Analysis:  Berzelius  (Ak.  H.  Stockh.,  354,  1824) : 

As  1?  3Pe         Cu  H 

40-20       2-53       39-20       0-65       18-61,  gangue  1-76  =  102-95. 

Pyr.,  etc. — Same  as  for  scorodite. 

Obs. — Formerly  obtained  at  the  mines  of  Wheal  Gorland,  Wheal  Unity,  and  Carharrack,  in 
Cornwall,  coating  cavities  in  quartz,  with  ores  of  copper ;  now  found  in  quartz  at  Burdle  Gill  in 
Cumberland,  in  small  brilliant  crystals;  in  minute  tetrahedral  crystals  at  Wheal  Jane;  also  in 
Austraha ;  at  St.  Leonard  in  France ;  and  at  Schneeberg  and  Schwarzenberg  in  Saxony. 

Xamed  from  cpdofjax  poison  [in  allusion  to  the  arsenic  present),  and  (xiSrjpoi,  irov,  Wvrftkiz, 
of  the  Germans,  means  cube-ore. 
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Proust  first  announced  the  existence  of  an  arsenate  of  iron,  from  greenish-white  concretionary 
specimens  found  in  Spain ;  but  from  his  meagre  description  its  identity  with  this  species  cannot 
be  made  certain. 

Alt. — Has  been  observed  ahered  to  psilomelane,  hmonite  (Fe^  H^),  red  iron  ore  (Fe). 
559.  CIRROLITE.    Kirrohth  C.  W.  Blomstrand,  Priv.  contrib  ,  dated  Dec.  9,  18G7. 

Compact,  without  a  trace  of  cleav^age. 

H.  =  5-6.    G.=3-08.    Color  pale  yellow. 

Comp.— 0.  ratio  for  It,  K,  ^,  H=2  :  2  :  5  :  1.    Formula^  +  2  Ca^^  +  3  H:,  Blomstrand,=! 

Phosphoric  acid  41*7,  alumina  20-1,  Ume  32*9,  water  5-3  =  lUO.  Analysis  :  Blomstrand  (1.  c.) : 

f         ^1         Fe       Mn        tb       Mg        Ca  fl 
(|)41-1'7       20-54       0-91       2  24       Oil       0  21       29  37       5  06=99-61, 

after  removal  of  4*60  not  dissolved  in  the  acid  solution,  of  which  3-17  was  silica. 

Pyr.,  etc.— B.B.  fuses  very  easily  to  a  white  enamel.  With  soda  a  manganese  reaction.  Deconb 
posed  on  digestion  in  fine  powder  in  muriatic  acid. 

Obs. — Occurs  at  the  iron  mine  of  Westaua,  in  Scania,  Sweden. 

Named  from  >c(p/.os,  pale  yellow. 


Ortliorhombic.  I A  7=111°  54^,  0  A  l-^=136°  26' ;  a  :  h  :  c=0-9512  : 
1  :  1-4798.  Observed  planes  as  in  the  annexed  figures,  with  also  f-|. 
O  A  2-z==rl27°  53',  0  A  1  =  131°  4',  0  A  1=142°  35^  0  A  ^-^=90°,  1  A  1, 
mac,  130°  4',  brach.,  or  over  2-1,  102°  41',  bas.,  97°  52',  24  A  2-^,  ov.  0,= 
75°  46',  B.  &  M.  Plane  0  sometimes  wanting,  and  the  form  a  double  six- 
sided  pyramid,  made  up  of  the  planes  1,  2-^,  with  i-i  small.  Cleavage  :  i-i, 
imperfect. 


H.=4-5— 5.  G.=3'18— 3-24;  3-184,  Kenngott.  Lustre  vitreous, 
inclining  to  resinous.  Color  yellowish-white  and  pale  yellowish-brown, 
also  brownish-black.  Streak  white,  yellowish.  Translucent.  Fracture 
uneven. 

Comp. — 0.  ratio  for  !&,  K,  P,  H=4  :  3  :  7  :  7 ;  or  less  nearly  4 :  3  :  7|  :  7i,  Rammelsberg, 
who  writes  the  formula  2  ft^  l^+AP  P+ 1 5  H=:Phosphoric  acid  28-9.  alumina  14-0,  protoxyd  of 
iron  29-3,  protoxyd  of  manganese  9-5,  water  18-3  =  100.  Perhaps  R^-f-f  ^If  P'+15  H.  But 
a  new  analysis  is  needed.    Analysis  :  Rammelsberg  (Pogg.,  Ixxxv.  435) : 

f  28-92    ^1  14-44    Fe  30-68    Mn  9  07    Mg  0-14    H  16-98=:100-23  Eamm. 

Pyr.,  etc. — In  the  closed  tube  gives  oft'  neutral  water.  B.B.  swells  up  into  ramifications,  and 
fuses  on  the  edges  to  a  black  mass,  coloring  the  flame  pale  green.  Heated  on  charcoal  turns 
black  and  becomes  magnetic.  With  soda  gives  a  reaction  for  manganese.  With  borax  and  salt 
of  phosphorus  reacts  for  iron  and  manganese.    Soluble  in  muriatic  acid. 

Obs. — Occurs  in  crystals  and  crystalline  coats,  on  spathic  iron,  p3Tite,  or  quartz,  and  sometimes 
with  apatite,  near  Tavistock,  and  at  the  George  and  Charlotte  mine,  and  also  at  Wheal  Crebor,  in 


560.  OHILDRENITE.    Levy,  Brande's  J.,  xvi.  274,  1823. 
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Devonshire  ;  ou  slate  at  Crinnis  mine  in  Cornwall.  Crystals  1  in.  long  have  been  o  jserved.  They 
look  a  little  like  siderite,  but  are  more  lustrous  and  of  greater  hardness. 

In  U.  States,  at  Hebron,  Me.,  in  minute  hair-brown  prismatic  crystals,  with  amblygonite  (f.  485 
by  Cooke,  and  an  octahedral  form,  Am.  J.  Sci.,  II.  xxxvi.  25*^). 

If  the  dome  2-1  be  made  the  fundamental  vertical  prism,  then  I A  /=104°  14',  l-i  A  l-l,  top,= 
t3'",  l-i  A  l-l,  ib.,  =  8T^  14' ;  the  cleavage  macrodiagonal ;  a  :b  :  c=l*3514  :  1  :  1*2853. 

Named  after  Mr.  Children. 

561.  ATTACOLITE.    Attakolith  C.  W.  Blomstrand,  Priv.  contrib.,  dated  Dec.  9,  1867. 

Massive,  indistinctly  crystalline. 
H.=5.    G.=3-09.    Color  pale  red. 

Co:\rp.— 0.  ratio  for  K,  If,  P,  after  separating  8-60  §1  as  free  sihca=6  :  15  :  20  :  6.  The 
uncertainty  as  to  whether  the  silica  is  free  or  combined  renders  the  composition  and  formula 
doubtful.    Analysis  :  C.  "W.  Blomstrand  (1.  c.) : 

P  ^1         3Pe        Mn       Mg        Ca        ^fa  tL 

(I)  36  06       29-75       3-98       8-02       0-33       13-19       0*45       6-90=98  68. 

Pyr.,  etc. — B.B.  fuses  easily,  and,  when  more  heated,  wath  intumescence,  to  a  brownish-yellow 
glass.    With  soda  a  strong  manganese  reaction.    Yery  incompletely  decomposed  by  acids. 
Obs. — From  the  iron  mine  of  Westana,  in  Scania,  Sweden. 
Named  from  drraKevc,  salmon,  alluding  to  the  color. 

562.  AUGELITE.    Augelith  0.  W.  Blomstrand,  Priv.  contrib.,  dated  Dec.  9,  1867. 

Massive.  Cleavage :  distinct  in  tln-ee  directions,  and  generally  easily 
obtained. 

(t.  —  '2'77.  Lustre  of  cleavage  surface  strongly  pearly.  Colorless,  but 
generally  pale  red. 

Comp.— ^+3  fi=Phosphoric  acid  35-3,  alumma  51*3,  water  13-4=100.  Analysis:  C. 
"W.  Blomstrand  (1.  c): 

f  3Fe  Un  Ca 

(I)  35-61  48-80  0-75  O  Sl  1  09  13-04=99-60. 

The  mineral  is  often  intimately  mixed  with  silica,  and  not  easily  separated  from  it. 
Pyr.,  etc. — Yields  much  water  in  the  glass  tube.    B.B.  infusible.    Scarcely  affected  by  acids. 
Obs.— Occurs  imbedded  in  other  phosphates  at  the  iron  mine  of  Y^estana,  in  Scania,  Sweden. 
Named  from  aiyi^,  Iv^ire. 

563.  TURQUOIS.  ?Callais,  ?  Callaina,  P/in.,  xxxvii.  56,  33.  Firuzegi  Pers.  Turques,  Tur- 
quois  pt.,  of  the  16th  century  and  later  (Turques,  Pabyan's  Chronicle).  Tiirkis  pt.  Germ,  Tur- 
chesaltal,  Turquoise  Fr.  Turquoise  J.  B.  Tavernier^Yoy.  en  Turquie,  en  Persie,  etc.,  Paris,  1678. 
Turchine  .5occom',  Museo  di  Fisica,  etc.,  278,  1697.  OrientaUscher  Tiirkis  Dem^trim  AgapM. 
K  Nord.  Beytr.,  v.  261,  Pallas,  ib.,  265.  Turquois  orientale,  Calaite,  Agaphite,  Johnite,  G. 
Fischer,  Mem.  Soc.  Imp.  N  Moscou,  i.  1806;  also  his  Onomasticon  Min.  Mus.  Imp.  Moscou, 
1811,  and  Essai  sur  la  Turquoise,  Moscou,  1816,  of  which  Abstr.  in  Ann.  Phil.,  xiv.  406,  1819; 
John,  Mem.  Soc.  Imp.  N.  Moscou,  i.  1806,  Schw.  J.,  iii.  93,  1807  (with  analyses  and  assertion 
that  it  is  no  Odontolite).  Hydrargillite  pt.  Hav^m.,  Handb.,  444,  1813.  Turquoise  de  vieiUe 
roche  (in  distinction  from  Odontolite,  or  T.  de  nouvelle  roche,  called  also  Occidental  Turquois). 
Kallait,  Kalait,  Germ. 

Reniforin,  stalactitic  or  incrusting.    Cleavage  none. 

H.=:6.  G.=:2-6— 2-83;  2-621," Hermann.  Lustre  somewhat  waxy, 
feeble.  Color  sky-blue,  bluish-green  to  apple-green.  Streak  white  or  green 
ish.    Feebly  subtranslucent — opaque.    Fracture  small  conchoidal. 
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Comp. — 0.  ratio  fr.  anal.  1  and  3,  for  ^1,  P,  H=6  :  5  :  5  ;  whence  Triphosphoric  acid 

32-6,  alumina  4G'9,  water  2U'5  =  1U0.  Analyses:  1,  John  (Ann.  d.  M.,  11.  iii.  231) ;  2,  Zellner  (Isis, 
1834,  G37);  3,  Hermann  (J.  pr.  Ch.,  xxxiii.  282);  4,  Church  (Ch.  News,  x.  290): 

1^        XI       H  Cu 

I.Silesia                 30-90  44-50  19-00  3-75  Fe  1-80  =  99-95  John. 

2.     "                     38-90  54-50  I'OO  TjO  Fe  2-8  =  98-70  Zellner. 

^.  Blue  Oriental        27-34  47-45  18-18  2-()2  "  1 -1(»,  Mn  0-50,  Ca=*  ^  3-41  =100  11. 

4.  Nichabour,  Persia  32-86  40-19  19-34  o-27  Fe  2-2],  Mn 0-3G  =  100-23'^ C. ;  G.  =  2-75. 

After  subtracting  0-T4  Si  O'^  and  0-49  li3'groscopic  water. 


The  green  oriental  turquois  afforded  Hermann  only  5  64  p.  c.  of  phosphoric  acid,  and  is  evidently 
a  mechanical  mixture,  containing  but  Uttle  turquois.  Specific  gravity  of  the  last  2-6-1.  John  ia 
his  early  analysis  did  not  detect  the  phosphoric  acid;  he  obtained  Al  73-u,  Cu  4-5,  Fe  4-0,  H  (or 
loss)  18  =  99-5. 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  yields  water,  and  turns  brown  or  black.  B.B.  in 
the  forceps  becomes  brown  and  assumes  a  glassy  appearance,  but  does  not  fuse ;  colors  the  flame 
green  ;  moistened  with  muriatic  acid  the  color  is  at  first  blue  (clilorid  of  copper).  With  the  sodi- 
um test  gives  phosphuretted  hydrogen.  With  borax  and  salt  of  phosphorus  gives  beads  in  O.F. 
which  are  yellowish-green  while  hot  and  pure  green  on  cooling.  With  salt  of  phosphorus  and 
tin  on  charcoal  gives  an  opaque  red  bead  (copper).    Soluble  in  muriatic  acid. 

Cbs.— Occurs  in  clay  slate,  in  a  mountainous  district  in  Persia,  not  far  from  Nichabour.  Ac- 
cording to  Agaphi,  the  only  naturalist  who  has  visited  the  locality,  turquois  occurs  only  in  veins, 
which  traverse  the  mountain  in  all  directions.  Fischer,  in  1816,  named  the  different  varieties 
Calaite,  Agaphite  (or  conchoidal  T.),  and  Johnite  (or  quartzy  T.).  Pieces  of  the  size  of  a  hazel- 
nut are  considered  very  large.  An  impure  variety  is  found  in  Silesia,  and  at  Oelsnitz  in  Saxony ; 
near  the  well  of  Nasaiph  between  Suez  and  Sinai.  W.  P.  Blake  refers  here  a  hard,  yello wish- 
to  bluish-green  stone  (which  he  identifies  with  the  clialcli-ihuiU  of  the  Mexicans)  from  the  mountains 
Los  Cerillas,  20  m.  S.E.  of  Santa  Fe  ;  H.=  6;  G.  =  2-426  — 2-G51  ^Am.  J.  Sci.,  II.  xxv.  227).  A 
pale  green  turquois  occurs  in  the  Columbus  district,  Nevada. 

Turquois  receives  a  good  polish,  and  is  highly  esteemed  as  a  gem.  The  Persian  king  is  said  to 
retain  for  his  own  use  all  the  larger  and  finely  tinted  specimens._ 

The  Callais  of  Pliny  is  generally  regarded  as  turquois,  and  probably  rightly  so.  But  all  he  says 
of  it  is,  "CaUais  sapphirum  imitatur,  candidior  et  litoroso  mari  similis,"  resembling  sapphire  (that 
is,  lapis-laznli)  in  color,  but  paler,  and  like  the  sea  toward  the  shore;  indicating  a  greenish-blue 
tint  and  degree  of  opacity  corresponding  well  enough  with  much  turquois. 

The  Callaiaa  also  of  Pliny  (to  which  he  devotes  a  long  chapter)  is  referred  to  this  species,  and 
with  even  better  reason.  It  was  a  stone  of  a  pale  green  color,  and  was  obtained,  according  to 
him,  amid  inaccessible  rocks  in  the  countries  that  lie  at  the  back  of  India,  near  Mt.  Caucasus,  etc. 
He  also  states  that  it  was  remarkable  for  its  size,  and  was  full  of  holes  and  foreign  substances, 
which  it  is  difficult  to  reconcile  with  the  true  turquois.  But  he  speaks  in  the  next  sentence  of  a 
kind  from  Carmania  (a  district  of  Persia)  as  of  better  quality  and  clearer,  and  this  may  have  been 
real  turquois.  He  says  that  no  stones  were  more  easily  imitated,  which  is  very  true  of  turcpiois. 
He  also  remarks  that  the  beauty  of  the  CaUaina  is  greatly  heightened  by  a  setting  of  gold,  the 
contrast  peculiarly  befitting  it, 

Pliny  also  speaks  of  another  stone  called  Callaica  (xxxvii.  56),  and  says  of  it :  "  Callaicam  vocant 
e  turbido  callaino;  ferunt  pluris  coujunctis  semper  inveniri ;  "  it  is  so  called  because  it  is  a  turbid 
callaina,  and  they  are  found  together.  He  also  remarks  that  the  stone  called  Augdi-s  (xxxvii.  d4) 
multis  non  alia  videtur  quam  caUaina,"  by  many  is  thought  to  be  nothing  but  callaina.  (See 
further  Callainite,  p.  572). 

The  Persian  smaragdus,  or  emerald,  alluded  to  by  Phny  (xxxvii.  18,  citing  from  Democritus),  as 
"  without  transparency,  agreeable  and  uniform  in  color,  satisfying  the  vision  without  allowing  it 
to  penetrate  it,"  may  have  been  turquois;  yet,  as  with  most  of  Pliny's  descriptions  (owing  to  his 
mixing  different  things  of  similar  aspect),  when  all  the  other  characters  given  are  weighed  they 
leave  doubt. 

It  is  probable  that  the  turquois— oriental  and  occidental — was  as  commonly  used  in  Persia  as 
a  gem  in  an'jient  times  as  now.  The  name  turqmis  is  French  in  form,  and  means  Tur/ash,  a 
Turkish  gem,  the  gem  having  come  into  Europe  through  Turkey. 

Most  of  the  turquois  (not  artificial)  used  in  jewelry  in  former  centuries,  as  well  as  the  present, 
and  that  described  in  the  early  works  on  minerals,  was  bone-iurquois  (called  also  odontolite,  from 
66ovi,  tooth),  which  is  fossil-bone,  or  tooth,  colored  by  a  phosphate  of  iron.  Its  organic  ©aigin 
becomes  manifest  under  a  microscope.  Moreover,  true  tin-quois,  when  decomposed  by  muriatic 
acid,  gives  a  fine  blue  color  with  auunonia,  which  is  not  true  of  the  odontohte. 
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564.  PEGANITE.    Peganit  Breifh.,  Scliw.  J,  Ix.  308,  1830. 

Ortliorhombic.  In  rhombic  prisms,  Avitli  the  acute  lateral  edge  truncated ; 
angle  of  the  prism  about  127°  and  53°.  Cleavage ;  basal,  and  brachjdi- 
agonal,  imperfect. 

"H.  — 3— 3*5.  G.  =  2-4:92— 2'501.  Lnstre  greasy  to  vitreous.  Color  deep 
green,  greenish-gray,  greenish-white.    Streak  white. 

Comp. — 3tP  H,  Hermann,  =Phosplioric  acid  .SI  1,  alumina  45-2,  water  23*'7  =  1  GO,  Analysis 
by  Hermann  (J.  pr.  Ch.,  xxxiii.  287) : 

f  30-49       3cl  44-49       H  22-82       Cu,  ^e,  gangue  2-20=100  Hermann. 

Pyr.,  etc. — In  the  closed  tnbe  yields  water,  and  assumes  a  violet  or  rose  color.  B.B.  cracka 
open,  becomes  violet,  but  does  not  fuse.  Gives  but  a  faint  copper  reaction,  but  in  other  respects 
like  turquois.    The  powdered  mineral  gives  a  fine  blue  with  cobalt  solution. 

Obs. — Occurs  in  crusts,  consisting  of  small  prismatic  crystals,  at  Striegis,  near  Freiberg, 
Saxony. 

Erdmann  analyzed  a  Striegis  mineral  {Siriegisan  of  Breithaupt)  with  a  very  different  result,  aa 
seen  from  the  analyses  under  Wavellite,  to  which  species  the  specimens  evidently  pertain. 
Feganite  has  till  recently  been  placed  under  wavellite. 

Xamed  from  nnyavov,  an  herb,  in  allusion  to  the  color. 

565.  FISCHERITE.    SchischurovsM,  Hermann,  J.  pr.  Ch.,  xxxiii.  285,  1844. 

Orthorhombic,  Kokscharof.  I A  7=118°  32';  a:h:  c=x  :  1  :  1-189. 
/A  i-2,  bevelling  plane,  =  160°  48',  i-^  A  ^'-2=99°  62^'  and  80°  7i',  A  U 
=  139°  56'.    Mostly  in  small  six-sided  prisms.    Also  crystalline,  massive. 

H.  =  5.  G.  =  2'4:6.  Lustre  vitreous.  Color  grass-green  to  olive-green, 
and  verdijjris-o^reen.  Translucent. 

Comp.— 1p+ 8  Hr=  Alumina  41*8,  phosphoric  acid  28-9,  water  29*3  =  100.  Analysis: 
Hermann  (1.  c.) ; 

^  29-03       ^1  38-47       ¥eand  Mn  1-20       Cu  0-80       3  27-50  =  100. 

Pyr.,  etc. — B.B.  becomes  white,  and  clouded;  yields  much  water,  but  no  fluorine.  Soluble 
Id  sulphuric  acid. 

Obs. — From  Nischne  Tagilsk,  where  it  occurs  m  veins  in  a  ferruginous  sandstone  and  clay 
slate. 

565A.  Yariscite  Breiih.  (J.  pr.  Ch.,  x.  506,  1837).  Contains  the  same  ingredients  as  the  above, 
ljut  is  not  yet  accurately  analyzed.  Reniform ;  apple-green ;  with  white  shining  streak,  weak 
greasy  lustre,  and  translucent.  Yields  water  in  a  matrass.  B.B.  in  the  forceps  infusible,  but 
becomes  white;  in  the  outer  flame,  colors  the  flame  deep  bluish-green;  with  borax  and  salt  of 
phosphorus  forms  a  pale  yellowish-green  glass ;  with  soda  fuses  with  effervescence,  but  imper- 
fectly ;  with  cobalt  solution  becomes  blue.  Occurs  in  quartz  and  siliceous  slate  at  Messbach  in 
Saxon  Voigtland.    Named  fi  om  Variscia  (Voigtland). 

566.  TAVISTOCKITE.    Hydrated  Calcium-aluminic  Phosphate  (?)  A.  K  Church,  J.  Ch.  Soc, 
II.  iii.  263,  1865.    Tavistockite  Dana. 

In  microscopic  acicular  crystals,  sometimes  aggregated  in  irregular  stel- 
late groups,  constituting  a  white  pearly  powder. 

Lustre  pearly.    Color  white.    Transparent  to  translucent.  Fragile. 

Comp.— 0.  ratio  forR-fK.  1^,  ]E=6  :  5  :  3;  whence  (iCa='-^A3^1)'^^-f-3fi=Phosphoric  acid 
30-41,  alumma  22-06,  lime  35-97,  water  11-56=100.    Analyses:  Church  (L  c): 
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^  ^1  Ca  ll 

30-36       22-40       36  27       12-00  =  101-03  Church. 

Pyr.,  etc. — B.B.  "  incaudesces''  and  becomes  opaque,  '^'ith  nitrate  of  cobalt  gives  a  blue  color. 
Colorless  bead  with  borax.    Difficultly  soluble  in  acids. 

Obs.— Occurs  at  Tavistock,  Devonsliire,  in  cavities  in  quartz  crystals,  with  pyrite,  chalcopy- 
rite,  and  childrenite. 

567.  CHENEVIXITE.    Chenevixite  Adam,  F.  Pisani,  C.  R.,  Ixii.  690,  1866. 

Massive — compact. 

H.=4-5.  G.=:3-93?  Lustre  vitreous.  Color  dark  green.  Streak  yel- 
lowish-green. 

Oomp.— 0.  ratio  for  R+S,  Is,  H=6  :  5  :  3  nearly,  with  0.  ratio  of  Pe,  Cu=7i  :  6^.  Formula 
(Pe,  Cu^' As  +  3  H ;  or  perhaps  Fels+SCuH;  Is  :  P=9  :  1.  Analyses:  1,  Chenevix  (L  c.) ; 
2,  Pisani  (1.  c): 

Is         P         Pe         Cu         Ca  S 

1.  Cornwall       33-5    27-5        22-5    12.  sand  3  =  9S-5  Chenevix. 

2.  32-20       2-30       25-10       31-70       0-34         8-66  =  1 00-3u  Pisani. 

Pisani  refers  here  the  analysis  by  Chenevix.    10-3  p,  c.  of  sand  are  removed  from  anal  2. 

Pyr.,  etc. — In  the  closed  tube  decrepitates  and  yields  water;  becomes  brown  after  calcina- 
tion. B.B  on  charcoal  fuses  easily,  giving  out  arsenical  fumes,  and  leaving  a  black  magnetic 
scoria  with  grains  of  copper.    Easily  soluble  in  the  acids. 

Obs. — From  Cornwall  involved  in  a  quartz  rock  in  small  compact  masses,  from  which  gangue 
it  is  difficult  to  separate  it  entirely. 

568.  DUFRENITE.  Strahlstein  (var.)  Jordan,  Min.,  etc.,  Reisebem.,  243,  1803.  G-raneisen- 
stein  (strahUchter)  Uilmann,  Syst.  Tab.  Uebers.,  152,  319,  1814.  Chalkosiderit  Ullmann,  ib., 
323.  Fasriche  Griin-Eisenerde  W.  Dufrenite  Brongn.,  Tabl.,  20,  1833.  Green  Iron  Ore. 
Kraurit  Breiih.,  Handb.,  152,  1841. 

Delvauxene  Bumord,  L'Institut,  121,  1839,  Belvaux,  BuU.  Ac.  Brux.,  147,  1838.  Delvauxit 
Haid.,  Handb.,  512,  1845. 

Ortliorlionibic.  /  A  /  about  123°.  Cleavage :  bracb^'diagonal.  Also 
massive,  in  nodules ;  radiated  fibrous,  with  a  drusj  surface. 

II.  =  3'5-4.  G.==:3-2-34;  3-227,  Dufr.  Lastre  silky,  weak.  .  Color 
dull  leek-green,  olive,  or  blackish-green ;  alters  on  exposure  to  yellow  and 
brown.    Streak  siskin-green.  Subtranslucent. 

_Comp.,.._Var.— lFe'*P+3H=Phosphoric  acid  27-5,  sesquioxyd  of  iron  62-0,  water  10"5  =  100. 
(iPe,  Al)'-^  P  +  3^H,  Pisani.    Sehnabel's  analysis  makes  part  of  the  iron  protoxyd. 

Analyses:  1,  Yauquelin  (Ann.  Ch.  Pharm.,  xxx.  202);  2,  Karsten  (Arch,  f  Bergb.  u.  Hiitt.,  xv. 
243);  3,  Sclmabel  (Ramm.  Min.  Ch.,  329);  4,  Pisani  (C.  R.,  liii.  1020);  5,  Kurlbaum  (Am.  J.  Sci., 
II.  xxiii.  423);  6,  7,  Dumont  (L'Institut,  N"o.  276);  8,  Delvaux  (BuU.  Acad.  Brux.,  1838,  147);  9, 
10,  Diesterweg  (B.  H.  Ztg.,  xxii.  257): 


^1 

Mn 

Fe 

H 

1.  Haute  Vienne 

27-85 

56-20 

6-76 

9-29  =  100  Yauquelin. 

2.  Siegen,         dark  green 

27-72 

63-45 

8-56  =  99  73  Karsten. 

3.  " 

28-39 

o3-n6 

9-97 

8  97  =  100-99  SchnabeL 

4.  Morbehan,  " 

28-53 

4-50 

54-40 

12-40  =  99-83  Pisani. 

5.  Allentown,  N.  J.  " 

32-61 

53-74 

3-77 

10-40,  Si  0-72  =  100-95  Kurlh 

6.  Delvauxite 

16-04 

34-20 

49-7  6=  100  Dumont. 

7.  " 

16-57 

36-ri2 

4S-S1  =lno  Dumont. 

8.  " 

18-20 

40  44 

41  13  =  99-77  Delvaux. 

9.  Siegen,  dark  green 

27-71 

H2-02 

0-25 

10  90=l(M)-8-^  Diesterweg. 

10.  '-red 

25-20 

59-14 

2-33 

13-98  =  lOu'65  Diesterweg. 
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Church  (Ch.  News,  x.  157)  shows  that  dufrenite  contains  10-55  p.  c.  of  water,  corresponding  tc 
tlie  above  formula  ;  it  loses  no  water  at  lOO"  C.  He  observes  also  that  the  mineral  is  usually 
so  mixed  with  hematite  that  it  is  difficult  to  separate  it  for  analysis. 

Church  also  demonstrates  (1.  c,  145)  that  the  delvoMxite  of  Liege  is  only  a  vjet  dufrenite.  It  lost 
in  his  trial  20-83  p.  c.  over  sulphuric  acid,  and  nearly  6  p.  c.  more  on  heating  to  100  '  C. ;  the  total 
percentage  of  water  having  been  found  to  be  37'23,  whence  the  essential  water  is  only  10-11 
p.  c,  as  in  dufrenite.  He  detected  a  trace  of  lime.  The  color  of  delvauxite  given  is  yeUowish- 
brown  to  brownish-black  or  reddish,  or  that  of  altered  dufrenite;  and  Gr.=  r85.  An  altered 
dufrenite  gave  Diestorweg  (1.  c.)  P  6-i5,  iPe  80-03,  H  14-03  =  l(iO-34. 

Pyr.,  etc. — Same  as  for  vivianite,  but  less  water  is  given  out  in  the  closed  tube.  B.B.  fuses 
easily  to  a  slag. 

Obs. — Occurs  near  Anglar,  Dept.  of  Haute  Vienne,  and  at  Hirschberg  in  Westphalia  (the  locali- 
ties of  the  specimens,  according  to  Dufrenoy,  originally  named  dufrenite)]  at  Eocheforten-Terre, 
Morbihan,  France  ;  Eisenfeld  near  Siegeu.  Also  at  Allentown,  N.  J.,  as  a  fibrous  leek-green 
coating,  sometimes  half  an  inch  thick,  in  the  Green  Sand  formation ;  it  changes  to  brown  in  alter- 
ing to  limonite. 

The  delvauxene  is  from  Besnnu,  near  Vise,  in  Belgium. 

Named  after  the  French  mineralogist  Dufrenoy. 

G-LOBOSITE.  This  name  is  given  by  Breithaupt  (B.  H.  Ztg.,  xxiv.  321,  1865)  to  a  mineral  occur- 
ring at  the  Arme  Hilfe  mine  near  Hirschberg,  in  small  globular  concretions.  H.  =  5  — 5'5.  Gt.zzz 
2'825  — 2'827.  Lustre  greasy  to  adamantine.  Color  wax-yellow  to  yellowish-gray.  Streak  white. 
Brittle.  Analysis  on  a  small  quantity  of  the  mineral  afforded  Fritzsche  (1.  c.)  P  28*89,  As  tr.,  Si 
0-24,  iPe  40-86,  Cu  0-48,  Mg  2-40,  Ca  2*40,  H  and  F  23-94=100-05.  B.B.  in  tube  yields  water; 
by  stronger  heat  gives  the  fluorine  reaction,  depositing  a  ring  of  silica,  and  leaving  a  red  residue 
not  magnetic,  but  giving  with  fluxes  the  reaction  for  iron.  Slowly  soluble  in  muriatic  acid.  It 
occurs  as  above  with  massive  and  pulverulent  limonite;  also  in  the  cobalt  mine  of  Schneeberg 
in  Saxony,  with  quartz  and  hypochlorite. 

569.  CACOXENITE.    Kakoxen  J.  Sieinmann,  Vortr.  Bohm.  Ges.,  Prag,  1825.  Cacoxene. 

Occurs  in  radiated  tufts  of  a  yellow  or  brownisli-yellow  color. 

H.  =:3— 4.    G.  =  3-38.    Becomes  brown  on  exposure. 

Comp.— Supposed  to  be  an  iron-wavellite.  0.  ratio,  fr.  anal.  3,  4,  for  fi,  P,  H— 6  :  5  :  12, 
whence  Fe^P-fl2H,  from  Richardson's  analysis.  Analysis  5  corresponds  to  3Fe^P  +  20H. 
Analyses:  1.  Steinmann  (Leonh.  Orykt.,  750);  2,  Holger  (Baurag.  ZS.,  viii.  129);  3,  Richardson 
(Thomson's  Min.,  i.  47t3);  4,  5,  v.  Hauer  (Jahrb.  G.  Reichs.  1854,  67): 

1p        Pe       ^1      Ca      Si         fl.  F 

I.  Zbirow  17-86    36-32    lO'Ol    0-15    8'90    25-95=99-19  Steinmann. 

.2.  ^'  9-20  36-83  11-29    3-30  18-98,  Mg  7-oS,  2n  1-23,  S  11-29  H. 

3.  "  20-5  43-1    1-1      2-1  30-2,  Mg  0-9  =  97  9  Richardson. 

4.  "  fibrous  yw.     19-63  47-64        32-73=  lOd  Hauer. 

6.  "  globular        25-71  41-46   32-83  =  100  Hauer. 

The  alumina  of  the  earlier  analyses  was  from  impurities. 

Pyr.,  etc. — Yields  water,  with  trace  of  fluorine.  Fuses  on  the  edges  to  a  black  shining  slag, 
and  colors  the  outer  flame  bluish-green.    Reactions  for  iron.    Soluble  in  muriatic  acid. 

Obs. — Occurs  at  the  Hrbeck  mine,  near  Zbirow  in  Bohemia,  along  with  earthy  Hmonite. 
Stated  by  Zepharovich  to  be  sometimes  derived  from  the  alteration  of  barrandite. 

570.  ARSENIOSIDERITE.    Arseniosiderite  Dufr.,  Ann.  d.  M.,  lY.  ii.  343,  1842.  Arseno- 
krokit,  Arsenocrocites,  Glocker,  Syn.,  226,  1847. 

In  fibrous  concretions  of  a  yellowish-brown  and  somewhat  golden  color, 
resembling  cacoxenite ;  the  fibres  large  and  easily  separable  between  the 
fingers. 

—  G.  =  3-520,  Dufr. ;  3*88,  Eamm.  Lustre  silky.  Powder 
yellowish-brown,  rather  deeper  in  color  than  that  of  yellow  ochre.  When 
rubbed  in  a  mortar  the  powder  adheres  to  the  pestle. 
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Comp. — 'Xs%  3Pe^  Ca^  H^^,  or  Ca^  As4-4  J^e'^  As4-15  II=Arsenic  acid  37-9,  sesquioxjd  of  iron 
42-1.  lime  IM,  water  8'9  =  100.  Analyses:  1,  Dufreuoy  (Ann.  d.  M.,  IV.  it.  343,  182);  2,  o, 
Rammelsberg  (2d  Suppl.,  2(»,  Pogg.,  Lsviii.  508) : 

Is  Fe        Un         Ca  K  H 

1.  34-26        41-31       1-29         8  43       0-76       8'75,  isi  4-04=98-84  Dufrenoy. 

2.  [39-lH]       4u-0i)         tr.        12-18    8-66=  100  Rammelsberg. 

3.  [37-36]       36-31         ir.        12-08    8'6S,  Si  3-57  =  100  Ramm. 

According  to  Fournet.  arseniosiderite  is  essentially  cacoxene.  with  the  phosphoric  acid  replaced 
by  arsenic  acid,  and  having  the  corresponding  formula  Fe^  Xs^-f-l  S  H  ;  but  this  exceeds  the 
proportion  of  water  by  nearly  one-half,  and  does  not  take  into  account  the  lime. 

Pyr.,  etc. — Like  scorodite. 

Obs. — Occurs  in  a  manganese  bed  at  Romaneclie,  Department  of  Saone-et-Loire,  France. 
Xamed  from  arsenic  and  aicnoi^,  iron.    Changed  to  arsenocrocite  (fr.  Kfjoxri,  fibre)  by  docker, 
because  of  a  previous  use  of  arsenosiderite  (see  p.  76). 

571.  EVANSITE.    D.  Forbes,  Phil.  Mag.,  lY.  xxviiL  341,  1864. 

Massive  ;  reniform  or  botryoidal. 

H.=:3-5— 4.  G.=:l-939.  Lustre  vitreous  CPi' resinous  ;  internally  waxy. 
Colorless,  or  milk-white  ;  sometimes  tinged  witli  yellow  or  blue.  Streak 
white.    Translucent,  subtranslucent.    Fracture  subconchoidal. 

Comp.— 0.  ratio  for  P,  H=9  :  5  :  18,  whence  P+3^l  H'+15  H,  Dana,  =  Phosphoric 
acid  18-4,  alumina  39-7,  water  41-9  =  10').    Analysis:  Forbes  (1.  c.) : 

P  .^1  H 

(J)  19-05  39-31  39-95,  insol.  1-41  =  99-72  Forbes. 

Pyr.,  etc. — B.B  in  tube  yields  neutral  water,  decrepitates,  leaving  milk-white  powder.  In- 
fusible. Moistened  with  sulphuric  acid  colors  the  flame  green.  On  charcoal  with  cobalt  solution 
gives  intense  blue.  With  fluxes  trace  of  iron.  Soluble  in  sulphuric,  nitric,  and  muriatic  acids. 
Fluorine  not  detected. 

Obs. — Occurs  at  Zsetcznik,  Hungary,  as  reniform  or  globular  concretions  on  brown  hematite. 
Brought  in  1855  from  Hungary,  by  Brooke  Evans,  of  Birmingham,  England,  after  wiiom  it  was 
named.    It  was  labeUed  aUophane. 

572.  TORBERNITB.  Mica  viridis  cryst.  (fr.  Joh.)  v.  Born,  Lithoph.,  i.  42,  1772.  Griiner 
Glimmer  (fr.  Saxony)  Wern.,  Ueb.  Cronst.,  217,  1780;  Torberit  Wern.  (earliest  name);  Karst, 
Ueb.  Wern.  Verbess.,  43,  1793  [later  spelt  Torbernit,  as  in  Ludwig's  Wern.,  i.  308, 18' 13) ;  Chalko- 
lith  [put  near  Cliloritel  Wern.,  Bergm.  J.,  376,  1789  ;  Urankalk  durch  Kupfer  gefiirbt,  Uranites 
spathosus  pt.,  Klapr.,  Schrift.  Ges.  K  Berl.,  ix.  273,  1789;  Beitr.,  h.  217,  1797.  Uranglimmer 
Wern.,  1800,  Ludwig,  i.  55,  1803.  Urane  oxyde  H.,  Tr.,  1801.  Uranite  AiUn,  Min.,  1814. 
Uran-Mica  Jameson,  Syst.,  1820.  Uranphyllit  Breith.,  Char,,  1820.  Phosphate  of  Uranium 
containing  Phos.  Copper  E.  Philhps,  Ann.  Phil.,  II.  v.  57,  1823.  Phosphate  of  Uranium  and 
Copper  i?e?-2;.,  Jahresb.,  1823.  Kupfer-Uranit  Cerm.  Copper-Uranite.  Torberite  tfc  J/.,  517, 
1852.     Cuprouranit  Breith.,  B.  H.  Ztg.,  xxiv.  302,  1865. 

Tetragonal.  6>  A  1-^=134°  8';  a  =  l-0Z069.  Observed  planes:  0; 
prism,  i-i  ;  octahedral,  f,  f,  12,  2-i.  Forms  square  tables,  with  often  re- 
placed edges  ;  rarely  suboctahedral.  436 

0  A  2=108°  56'  1  A  1,  basal,  =  lll°  6' 

0  A  1  =  124:  21  2  A  2,  basal  =  U2  8 

O  A  1=135  49  2  A  2,  pyr.,  =  96  3 

0  A  1=138  50  f  A  f,  basal,  =  88  211- 

O  A  2-1=115  6S  2-?;  A  2-^V  basal,  =  128  15  CornwaU. 

Cleavage  :  basal  highly  perfect,  micaceous.    Unknown  massive  or  earthy 
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II.=2— 2-5.    G.=34— 3-6.    Lustre  of  0  pearly,  of  other  faces  subada 
mautiue.    Color  emerald-  and  grass-green,  and  sometimes  leek-,  apple-,  and 
siskin-green.    Streak  somewhat  paler  than  the  color.    Transparent — sub- 
translucent.    Fracture  not  observable.    Sectile.    Laminae  brittle  and  not 
flexible.    Optically  uniaxial;  double  refraction  negative. 

Comp.— 0.  ratio  for  R,  ^,  H=l  :  6  :  5  :  8  ;  whence  P+Cu  H+7  H,  Dana.  Analyses  :  1, 
R.  Philiips  (1.  c);  2,  Berzelius  (L  c);  3,  Werther(J.  pr.  Ch.,  xliii.  334);  4,  Pisani  (0.  R,,  lii.  817); 
5,  Church  (Ch.  ISTews,  xii.  183)  : 


1? 

On 

ll 

].  Cornwall 

160 

60-0 

9  0 

14-5  =  99 -5  Phillips. 

2.  " 

lo'57 

61-29 

8  44 

1 5-05  =  1 00-45  Berzelius. 

3. 

14-34 

59-()3 

8-_'7 

15-39,  Si  0-49,  eartliy  substance  0-41  Werther 

4. 

140 

50-H7 

8-50 

15-00,  sand  0-40  =  97-57  Pisani. 

5. 

13-94 

61-00 

8-56 

14-16,  As  1-96,  Ca  0-62=100-24  Church. 

Pyr.,  etc. — In  the  closed  tube  yields  water.  In  the  forceps  fuses  at  2-5  to  a  blackish  mass,  and 
colors  the  flame  green.  With  salt  of  phosphorus  gives  a  green  bead,  which  with  tin  on  charcoal 
becomes  on  coohng  opaque  red  (copper).  With  soda  on  charcoal  gives  a  globule  of  coiDpcr. 
Affords  a  phosphid  with  the  sodium  test.    Soluble  iu  nitric  acid. 

Obs. — Gunnis  Lake  formerly  afforded  splendid  crystaUizations  of  this  species,  and  also  Tincroft 
and  AVheal  Buller,  near  Redruth,  and  elsewhere  in  Cornwah.  Found  also  at  Johanngeorgenstadt, 
and  Eibenstock  and  Schneeberg,  in  Saxony;  in  Bohemia,  at  Joachimsthal  and  Zinnwald;  in  Bel- 
gium, at  Vieisalm.  A  variety  from  Providence  in  Cornwall  is  in  8-sided  tables  with  a  low  pyra- 
mid, and  has  a  leek-green  color,  with  G-.=:3-329  — 3-372  (Breith.,  B.  H.  Ztg ,  xxiv.  303). 

The  angle  0  A  2  is  given  by  Mohs,  Haidinger,  and  Xaumann  — 108'  29  ;  by  Hessenberg  (Min. 
Not.,  vi.  41)  108'  38':  Kokscharof  (Min.  Russl.,  v.  35)  108'  56';  the  mean  of  his  measurements 
of  Cornwall  and  Schlackenwald  crystals  being  108^  53'  23"  and  71''  5'  21".  Similar  figures  are 
given  by  (jl-reg  &  Lettsom,  Min.,  384.  The  angles  of  B.  &  M.'do  not  agree  with  any  of  the  meas- 
urements. 

First  named  torherite  {iorbernite)  by  TVerner,  after  the  chemist  Torber  Bergmann  [Lat  Torbernus, 
as  written  by  Bergmann  himself  ].  Then,  this  naming  after  persons  having  been  denounced  as  an 
iiuiovalion  (see  Karsteu's  Werner's  Yerbess.,  43,  1793),  AVerner  substituted  Chalcolte  ^fr.  \a^K<>.^ 
cojjper^  signifying,  as  he  says,  ''eiu  Kuj^fer  haltender  Stein  ")  iu  allusion  to  Bergmann's  deter- 
mination in  l7Su  that  the  mineral  was  muriate  of  copper.  When,  finally,  it  was  shown  by  Klap- 
roth  to  be  an  ore  of  uranium  instead  of  copper,  Werner,  with  Karsteu  and  others,  threw  aside 
chalcoUie,  because  false  iu  signification,  and  used  Uranglimmtr  (uran-mica).  Chalcolite  has  since 
crept  back  again,  but  is  no  more  appropriate  now  than  it  was  sixty  years  ago  The  name  t<rr- 
heriie  was  written  as  it  should  be,  iorbernite,  by  some  mineralogists  of  last  century. 

Both  this  species  and  the  autunite  have  gone  under  the  common  name  of  urani^e;  the  former 
also  as  Copper-uraniie,  the  latter  Liuie-uranite. 

573.  AUTUNITE.  Yar.  of  UrangUmmer,  Urankalk,  or  Chalcolite,  of  authors  prior  to  1819. 
Sel  a  base  de  chaux,  6u  I'oxide  d'urane  joue  le  role  d'acide,  Berz.,  N.  Syst.  Min.,  295,  1819. 
Uranit  Berz.,  Jahresb.,  iv.  46,  1823.  Kalk-Uranit  Germ.  Lime-Uranite.  Autuoite  B.  &  M., 
519,  1852.    Calcouranit  Breith.,  B.  H,  Ztg.,  xxiv.  302,  1865. 

Orthorhombic ;  but  form  very  nearly  square,  and  crystals  reseml)]iiig 
closely  those  of  torbernite.  Cleavage :  basal  eminent,  as  in  torbernite. 
OA  2-i=10d°  6',  6>A2-^:=109°  17',  2-^  A  2-^=95°  52',  2-z  A  1  (plane  on 
edge  2-1  / 2-i)=lHS°  30',  Descl.  Planes  2-i,  2-i  correspond  to  2  of  torbernite. 

H.  =  2— 2'5.  G.=:3'05  — 3*19.  Lustre  of  O  pearly;  elsewhere  subada- 
mantine.  Color  citron-  to  sulphur-yellow.  Streak  yellowish.  Translu- 
cent.   Optically  biaxial,  Descl. 

Comp.— 0.  ratio  for  tt.  U,  H=l  :  6  :  5  :  8  ;  whence  !P -i- Oa  H  +  7  fi,  Dana,  =  Phosphoric 
acid  15-7,  oxyd  of  uranium  62*7,  hme  6-1,  water  15  5=100.  Analyses:  1,  Berzelius  (1.  c.) ;  2 
Pisani  (C.  R.,  Hi.  817) : 

^  e  Ca     Mg,  Mn     fia        Sn  fl 

I.  Autun  15-20       61-73       5  88       0'20       1-57       0-06       15-48  =  100-12  Berzelius. 
2.      "       13  40       56-47       5-60        2O-u0=98-67  Pisani. 
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Pyr.,  etc. — Same  as  for  torbemite.  but  no  reaction  for  copper. 

Obs. — Autunite  is  found  usually  witli  other  ores  of  uranium,  associated  witli  silver,  tin.  and 
irou  oves.  Occurs  in  the  Siebengebirge,  in  the  hornstone  of  a  traehytio  range  ;  at  Johaimgeorgen- 
stadr  and  Eibenstock  ;  at  Lake  Onega.  Wolf  Island.  Hussia;  near  Limoges,  and  at  &t.  Symphor  eu 
near  An  tun ;  formerly  at  South  Basset.  Wheal  Edwards,  and  near  St.  Day.  England.  Occurs 
sparingly  at  the  Middletown  (Ct.)  feldspar  quarry,  associated  with  columbite  and  albite,  in 
minute  tabular  crystals  and  thin  scales,  of  light  green  and  lemon-yellow  colors ;  also  in  minute 
crystals  at  Ciiesterliekl  Mass.,  on  the  quartz  or  albite.  and  sometimes  in  the  red  centres  of  tour- 
malines, and  at  Acworth.  X.  H..  straw-yellow  and  light  green ;  also  in  a  gneiss  quarry  on  the 
Schuylkill,  near  Pliiladelphia.  about  i  m.  above  the  suspension  bridge. 

Descloizea-:x  makes  autunit^  to  ditier  from  torbernite  (Ann.  d.  M.,  Y.  xiv.  1S57 )  in  being  optically 
biaxial  and  therefore  orthorhombic ;  and  the  planes  2  of  the  latter  thus  become  2-1  and  2-1.  as 
they  incline  unequally  to  the  base.  The  angles  are  still  very  closely  the  same,  the  pyramidal 
i»5  52  ,  being  in  torbernite  96'  6  ,  Kokscharof;  9o'  52  ,  Hessenberg;  95"  4G ,  Haidinger.  The 
species  are  at  least  closely  isomorphous. 

Berzelius  calls  the  uranite  of  Cornwall  and  that  of  Autun.  respectively.  chaJcoliie  and  nraniie.  m 
his  article  ani  ouncing  the  composition,  in  Jahresb.,  iv.  l-iG.  147,  1823;  and  the  special  application 
of  uranite  to  this  species  dates  from  that  time.  Yet.  in  order  to  avoid  confusion  from  the  dotible 
use  of  the  name,  it  is  better  to  adopt  for  the  species  the  name  of  autuniit,  fiom  one  of  its  noted 
locahties. 

Feitzscheite  Breiih..  B.  H.  Ztg..  xxiv.  302.  186.5.  A  mineral  much  resembling  uranite  in  its 
four-sided  quadratic  (or  nearly  so)  tables,  with  a  perfect  basal  cleavage  ;  with  H.  =  2  — 2-5  ;  G  = 
:--5n.i?;  vitreous  to  pearly  in  lustre  ;  reddish-brown  to  hyacinth-red  in  color  and  streak  ;  trans- 
lucent ;  alFording  Fritzsche  (1.  c.  )  reactions  fcr  oxyd  of  uranium,  protoxyd  of  manganese,  vanadio 
acid,  phosphoric  acid,  and  water.  The  red  color  is  attributed  to  the  manganese,  and  it  is  cons'd- 
ered  a  mangan-uranite  containing  some  vanadic  acid.  It  occurs  with  crystals  of  auttmite  and 
torbernke  at  Xeuhammer.  near  Xeudeck  in  Bohemia,  in  a  hematitt;  mine:  at  Johaungeorgen- 
stadt.  of  fine  red  color,  with  torbernite.  Eed  crystals  in  groups,  supposed  to  be  this  mineral, 
have  been  observed  on  specimens  of  uranite  from  Autun,  and  from  Sieiuig,  near  Elsterberg.  in 
SaxoQ  Yoigtland,    May  it  be  an  altered  uranite  ? 

574.  AMPHITHALITE.    AmfithaUt  IgeUtrdm.  CEfv.  Ak.  Stockh.,  1866,  9.S,  B.  H.  Ztg.,  xxv.  309, 

1866. 

Massive.    H.  =  6.    Color  milk-white.  Subtranslucent. 

0.  ratio  for  %  R.  P,  H=rl  :  10-25  :  7-5  :  5.    Analysis :  Igelstrom  (I  c.) : 
P  Al         Mg       Ca  H 

30-06       48-5U       1-55       5  76       12-47  =  9S-34  IgelstrGm. 

B.B.  infusible.  Insoluble  in  acids.  Occurs  in  the  quartzite  of  Horrsjclt'erg,  "Wermland.  with 
lazuUte,  rutile.  and  cyanite.  Xamed  from  unci-^  tA;',-,  becrowned,  since  it  usually  occurs  surrounded 
by  other  beautiful  minerals,  though  unattractive  itself. 

574A.  Hydrous  Phosphate  of  Alumina  and  Lime  Damour  (L'Institut.  1853,  78).  Compact,  of  a 
pale  or  dark  brick-red  color.  Scratches  glass  feebly.  0  =3- 194.  Supposed  by  Damour  to  be  a 
hydrophosphata  of  alumina  and  lime.  B.B.  in  a  tube  gives  considerable  water ;  and  in  a  platinum 
crucible  at  a  red  heat  loses  12  70  p.  c.  of  water.  Found  in  roUed  pebbles  with  the  diamond  sand 
of  Bahia. 

574B.  Cupreous  Phosphate  of  Alumina.  Domeyko  (Min..  2d  ed.  425)  describes  a  mineral  from 
San  Lorenzo  de  la  Ligna,  Chiii.  occurring  in  a  decomposed  feldspathic  rock,  giving  on  analysis  IP 
17-7,  Si  7-6,  Al  46-3.  Cu  6-3,  Fe  3  3.  H  18-8  =  100.  Its  color  is  a  pale  turquois-blue ;  structure 
compact,  homogeneous,  and  so  soft  as  to  be  scratched  by  the  nail 

575.  SPH.aiRITE.    Sphserit  v.  Zepharocich,  Ber.  Ak.  TTien,  Ivi  1S67. 

In  globular  concretions  with  a  drusy  faceted  surface,  without  a  distinct 
fibrous  or  concentric  structure.    Cleavage  distinct  in  one  direction. 

H.=:4:.  G.  =  2*536.  Lustre  greasy- vitreous,  glimmering.  Color  light 
gray,  more  or  less  reddish  or  bluish,  the  red  color  from  mixture  with  hema- 
tite. Translucent. 


588  OXTGEX  COMPOUXDS. 

Comp.— 0.  ratio  for  ^1,  P,  H=3  :  2  :  3i-;  APF2_^1G  H  =  Phosphoric  add  26-1,  alumina..  47-4, 
-cvater  26-5  =  100.  Analyses:  A,  Boricky  (1.  c.) ;  B,  same,  with  Si,  Ca,  Mg,  and  some  i?  (fol 
these  bases)  excluded : 

M  Mg  Ca  ^^  Si 

A.  (1)28-58  42-36  2-60  1-41  24*03  0-87  =  99-85. 

B.  26-80  46-71      26-49   =100. 

Pyr..  etc. — Yields  water.  B.B.  is  infusible,  and  colors  the  flame  bluish-green.  With  cobalt 
solution  a  fine  blue. 

Obs. — Occurs  hning  cavities  or  seams  in  hematite,  at  Zajecov,  Bohemia,  in  Lower  Silurian 
schists,  along  with  wavellite. 

Alt. — Becomes  opaque  white,  dull,  and  earthy  by  alteration.  » 

576.  BORICKITE.    Delvauxene  (fr.  Leoben)  v.  Hauer,  Jahrb.  G.  Eeichs.  1854,  68;  (fr.  Nena- 

covic)  Boricky,  Nat.  ZS.  Lotos,  March,  1867.    Borickite  Dana. 

Reniform  massive.    Compact,  without  cleavage. 

H.=3-5.  G.=::2'696— 2*70T.  Lustre  weak  waxy.  Color  reddisli-brown. 
Streak  the  same  as  color.  Opaque. 

Comp.— 0.  ratio  for  li+R,  f,  B[=3  :  2  :  3.  with  S  :  K=l  :  7 ;  S^Ca,  K=3Fe  ;  (3Pe,  CslJ 
+  15  H. 

Analyses:  1,  v.  Hauer  (1.  «.);  2,  Boricky  (L  c.) : 

P  3Pe        Mg        Ca  fl 

L  Leoben  (|)  20  49       52-29    8']  6       19-06  =  100  Hauer. 

2.  Nenacovic  19  35       52-99       0*41       7-29       19-96=100  Boricky. 

Pyr.,  etc. — Yields  water.    B.B.  fuses  easily  to  a  black  mass.    Soluble  in  muriatic  acid. 
Obs. — From  Leoben  in  Styria,  and  in  a  Lower  Silurian  schist  at  Nenacovie  in  Bohemia. 


PHOSPHATES  OR  APvSElS^ATES,  COiMBIXED  WITH  SULPHATES. 


580.  DIADOCHITE.    Diadochit  Breith.,  J.  pr.  Ch.,  x.  503,  1837.    Phosphoreisensinter  Ramm. 

.  Eeniform  or  stalactitic ;  structure  carved  lamellar. 

H.  =  3.  G.  =  2'035.  Lustre  resinous,  inclinino^  to  vitreous.  Color 
yellow  or  yellowish-browu.  Streak  uneolored.  Fragile ;  fracture  con- 
clioidal. 

Comp,— Pe^  P+2  Pe  S'^+ 32  fl'=Phosphoric  acid  14  3,  sulphuric  acid  16-2,  sesquioxyd  of 
iron  40-4,  water  29  1  =  100.    Analysis  by  Plattner  (Ramm.  1st  Suppl.,  45) : 

^14-811  S  15-145  3Fe  39-690  5  30-344=100. 

Near  iron  sinter  (pitticite).  with  phosphoric  acid  in  place  of  arsenic  acid. 

Pyr.,  etc. — Yields  much  water  in  the  closed  tube,  and  swells  up,  becoming  lustreless  and 
opaque  yellow;  when  ignited  gives  off  sulphuric  acid.  B.B.  in  the  forceps  swells  up  and  falls  to 
powder,  but  carefully  ignited  fuses  easily  to  a  grayish-black  slag,  and  colors  the  flame  bluish- 
green.  On  charcoal  affords  a  steel-gray  magnetic  globule.  With  soda  aff"ords  metallic  particles, 
and  gives  a  sulphid  which  blackens  silVer.  With  borax  and  salt  of  phosphorus  reacts  for  iron. 
Soluble  in  muriatic  acid. 

Obs. — From  alum-slate  near  Grafenthal  and  Saalfeld  in  Thuringia. 

Named  from  riai.yoi,  a  successor,  on  the  supposition  that  it  is  an  iron  sinter,  in  which  phosphoric 
acid  has  replaced  the  arsenic  acid. 


nTDROUS  rnOSPIIATES  AXD  AESEXATES. 
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581.  PITTIOITE.  Eisenpecherz  Karsten  [not  Wern.\  Tab.,  6G,  98,  1808.  Fer  oxyde  resinite 
Haily,  Tabl.,  98,  1809.  Pitiizit  lla'Mnm.,  Handb.,  285,  1813,  Eisensiuter  Wern.,  Hoffra.  Min., 
iii.  b,  30-2,  1816;  iv.  b,  141,  1817;  fr.  Freieslebea  G-.  Arb.,  v.  74,  261.  Arseueiseusiuter  Germ. 
Pitchy  Iron  Ore.  Diarsenate  of  Iron.  Sideretiae  Beud.^  Tr.,  ii.  609,  1832  [not  Pittizite  Beud., 
p.  484].    Pitticit  Hausm.,  Handb.,  10J2,  1847. 

Heniform  and  massive. 

H.  =  2  — 3.  G.  =  2'2  — 2*5.  Lustre  vitreous,  sometimes  greasy.  Color 
yellowish  and  reddish-brown,  blood-red  and  white.  Streak  yellow — white. 
Translucent — opaque. 

Comp. — Analyses  afford  varying  results.  0.  ratio  for  fi,  S,  ^s,  H,  from  Stromeyer's  analysis, 
approximately  6:8:5:  15,  whence  Fe  lls+Fe  S4-15  H= Arsenic  acid  25't),  sulphuric  acid  8-l», 
oxyd  of  iron  oS'G,  water  29*9=:  Ino;  fi-oni  the  Schwarzenberg  ore  (Xo.  6)  12  :  9j  10  :  24;  whence 
Ramnielsberg  deduces  Fe^  i\s*-hFe  is'+24  II;  perhaps  2  Fe  (Fe,  H^)  S  +  21  H;  '  or  2  Fe 

^s+Fe  S^+21  II  +  Fe  11^:  =:Arsenic  acid  26-0,  sul^^huric  acid  13'6,  oxyd  of  iron  ;^6*1,  water  24'3 
=  100.  1,  Stromeyer  (Gilb.  Ann.,  Ixi.  181);  2,  Laugier  (Ann.  Ch.,  xxx.  325);  3,  Kersten  (Schw. 
J.,  liii.  176);  4,  5,  Rammelsberg  (Pogg.,  Lsii.  139);  6,  id.  (5th  Suppl,  102): 


Is 

S 

^e 

Mn 

H 

1. 

Freiberg 

a 

26-06 

19-14 

33-10 

0-64 

29-26  =  99-09  Stromeyer. 

2. 

20 

14 

35 

tr. 

30=99  Laugier. 

3. 

(( 

80-25 

40-45  • 

28-50=99-20  Kersten. 

4. 

Seiglitzstollen 

24-67 

5-20 

54-66 

15-47  =  l(/0  Rammelsberg. 

5. 

28-45 

4-36 

58  00 

12-59  =  100  Rammelsberg. 

6. 

Schwarzeuberg 

26-70 

13-91 

34-85 

24-54=100  Rammelsberg. 

P-yr.,  etc. — In  the  closed  tube  yields  water,  and  at  a  high  heat  gives  off  sulphurous  acid.  In 
the  forceps  and  on  charcoal  lilie  scorodite.  "With  soda  on  charcoal  gives  arsenical  fumes  and  a 
sulphid  which  blackens  silver. 

Obs.— Occurs  in  old  mines  near  Freiberg  and  Schneeberf  in  Saxony,  and  elsewhere.  An  ore 
on  Hopkins's  farm  near  Edeuville,  X.  Y.,  is  referred  by  Beck  to  this  species. 

For  an  iron-sinter  without  the  sulphate,  see  under  Scorodite. 


582.  BEUDANTITE.    Levy,  Ann.  Phil,  II.  xi.  194,  1826. 

Rhombohedral.  ^  A  i?=91°  18'  (mean),  Dauber.  Occurring  planes  : 
0^  5,  10,  -1,  -2,  -f,  -4,  -5;  crystals  modified  acute  rhombohedrons. 
Cleavage  :  basal,  easy.    Basal  plane  {0)  flat,  dull ;  R  bright,  curved. 

n.  =  3'5— 4*5.  G.— 4— 4'3.  Lustre  vitreous.  Subadamantine,  resinous. 
Color  dark  to  clear  olive-green,  yellowish-green,  black,  brown.  Streak 
greenish-gray  to  yellow,    tlsually  opaque,  rarely  transparent. 

Var. — 1.  A  mineral  containing  phosphoric  acid,  with  Uttle  or  no  arsenic;  the  mineral  from 
Cork  and  Dernbach.  2.  Containing  arsenic  acid,  with  little  phosphoric  acid ;  mineral  from  Hor- 
hausen. 

R  -\  i?,  in  crystals  from  Cork,  91°  18',  Dauber;  from  Dernbach,  91°  9',  Dauber;  from  Horhausen, 
92''  30',  Levy;  91°  48',  Dauber.  The  Cork  crystals  are  black,  brown,  or  green  and  opaque;  G. 
=4-295,  green,  Ramm. ;  those  of  Dernbach,  olive-green  to  yeUo-wish-green,  sometimes  trans- 
parent, with  H.  =  3-5,  G.=4-0018,  Sandberger.  The  Horhausen  mineral  was  the  original 
beudantite. 

Oomp. — Results  varying  much.  Analyses:  1,  Sandberger  (Pogg.,  c.  611);  2,  Rammelsberg 
(ib.,  581);  3,  4,  Percy  (Phil  Mag..  II.  xxxvii.  161);  5,  Sandberger  ^.  c): 


A.  PhospTiatic  variety. 

f        la       S  Ou  fi 

1.  Dernbach    (|)  13-22       ir.      4-01    44-11    26-92     tr.  11-44  Sandberger. 

2.  Cork,  ^?-ee?i  (I)  8-97      0-24    13-76    40-69    24-05    2-45     9-77  Rammelsberg, 
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OXTGEN  COMPOOs'DS. 


3.  Horhausen 

4.  " 
6. 


1^  Is  S  3Pe  Ph  fl 

1-  46  9-68  12-31  42  46  24-47  8-49  =  98-87  Percy. 
und.  13-60  12-::i5  37-65  29-52  8-49  =  101-61  Percy. 

2-  79  12-51  1-70  47-28  23-43  [I2'29j  =  100  Sandberger. 


Pyr.,  etc. — Heated  yields  water.  BE,  alone,  the  Cork  crystals  are  infusible,  but  yield  on 
charcoal  fumes  of  sulphurous  acid  and  afford  a  yellow  slag,  and  with  soda  a  kernel  of  lead ;  the 
Dernbach  fuse  easily  on  charcoal  with  intumescence  to  a  globule  of  lead,  mixed  with  a  black 
hepatic  slag;  the  Horhausen  also  fuse  easily,  affording  a  gray  slaggy  globule,  and  after  long 
blowing  the  odor  of  arsenic. 

Obs. — Occurs  at  the  Glendoue  iron  mine,  near  Cork,  with  quartz  and  limonite;  at  Dernbacli, 
near  Montabaur,  in  Nassau ;  at  Horhausen,  iu  Nassau,  on  limonite. 

583.  LINDACKERITE.    Lindackerit  J!  F.  Vogl,  Jahrb.  G.  Reichs.,  iv.  552,  1853. 

Ortliorliombic.  In  ohlong  rliomboliedral  tables,  grouped  in  rosettes, 
and  in  renitbnn  masses. 

K.=2—2'o.  Lustre  vitreous.  Color  verdigris-  to  apple-green.  Streak 
paler  to  white. 

Oomp — 2  Cu^^4s  +  Xi^  S+7  II,  Lindacker,  who  obtained  (1.  c.)  : 

Is  28-58       S  6-44       Cu  36-34       Ni  16-15       Fe  2-90       fl  9-32=99-73. 

Pyr.,  etc. — B.B.  on  charcoal  gives  alliaceous  fumes,  and  fuses  to  a  black  bead.  With  borax  and 
salt  of  phosphorus  a  copper  reaction.  Soluble  after  long  heating  in  muriatic  acid,  the  solution 
giving  a  yellowish-brown  precipitate  with  sulphuretted  hydrogen. 

Obs. —  From  JoachimsthaL 

584.  SVANBEAGITE.    Svanberg-it  Igelstrdm,  (Efv.  Ak.  Stockh.,  1854,  156. 

Eliombohedral.  H  A  ^=90°  35'  ;  B  A  4=  B  (occurring  planes)  =  154°  30', 
Dauber;  /i?  A  i?=87i°  to  88°,  Breith.,  with  other  rhomboliedrons  of  95° 
16'  and  82°  26'. 

H.  =  5.  G.  =  3-30  ;  2-571,  Breitli. ;  3*29,  Blomstrand.  Lustre  vitreous  to 
adamantine.  Color  honey -yellow  to  yellowish-brown,  reddish-brown,  and 
rose-red.    Streak  reddish  or  colorless.  Subtrausparent. 

Comp. — Analy.ses:  1,  Igelstrom  (1.  c,  and  J.  pr.  Ch.,  Lxiv.  252);  2,  C.  W,  Blomstrand  (priv. 
contrib.,  Dec.  8,  1867): 

f        S  Fe    Mn     Ph    Mg     Ca  H  CI 

1.  Wermland    17-80    17-32    37-84    1-40   6-00  12-84    6-80    tr.  Igelstr. 

2.  Westaua       15-70    15  97    34  95    0-73     tr.      3  82   0  24   16-59    12-21   — =100-21  BL 

Blomstrand's  analysis  gives  the  0.  ratio  for  R,  S,  ^,  H=3  :  9  :  5i  :  5  :  6 :  taking  it  at 
3  :  9  :  6  :  o  :  6,  it  affords  the  formula  (i  Ca^  +  i  A\f  ^  +  2  A\  S  +  6  H=Phosphoric  acid  16-0, 
sulphuric  acid  18-0,  alumina  34-9,  lime  18-9,  water  12-2=100.  Taking  the  ratio  at  3:9:5:5:6, 
it  corresponds  to  the  formula  3     Ca^  +  i  Al)-    + 5  Al  S  +  Al  H^  + 1 5  H. 

Igelstrom's  analysis  aflfords  approximately  3:9:5:5:3,  and  the  same  formula  as  the  last, 
excepting  6  H  in  place  of  15  H.  But  it  differs  widely  in  the  protoxyds,  it  containing  much  soda 
(determined  by  the  loss  ?),  and  comparatively  little  hme. 

Pyr.,  etc. — In  a  tube  acid  water.  B.B.  on  coal  fuses  only  on  the  thinnest  edges  ;  with  soda 
in  reducing  flame  a  red  hepatic  mass,  which  becomes  green  with  water  and  yields  sulphuretted 
hydrogen  with  dilute  acid.  With  borax,  an  iron-colored  glass.  With  cobalt  solution  a  line  blue. 
But  Uttle  acted  upon  by  acids. 

Obs.— From  Horrsjoberg  in  Wermland,  occurring  with  lazuUte,  cyanite,  pyrophyUite,  damour- 
ite,  hematite,  etc.    It  is  near  beudantite  in  crystallization. 

585.  FiciNTTE  Bernhardt  Worteib.  d.  Nat.  gesch.,  iv.  574,  Weimar,  1827,  Glocker's  Min.,  556, 
1831;  Kenngott,  Min.  Not.,  No.  xi ,  and  Ueb.  1854,  441,  1859,  32. 


NITRATES. 
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Monocllnic,  with  one  perfect  cleavage,  and  a  second  inclined  129°  to  the  other,  both  parallel  to 
the  orthodiagonal. 

H.  =  5  — 5-5.    Gr.  =  8-4— 3*53.    Lustre  waxy  or  pearly,  weak.    Color  black.  Subtranslucent. 

Analysis  by  Ficlnus  (1.  c.) :  P  l2-b2,  S  4*07,  Fe  58-^5,  Mn  G-82,  Oa  ()17,  Si  0-17,  H  16-87,  B.B. 
fuses  to  a  seraimetallic  sing-,  which  is  magnetic.    In  acids  hardly  attacked. 

Found  at  Bodeiunais,  with  garnet,  iolite,  etc.  Also  reported  as  occurring  at  the  Gottesgab  mine, 
near  Bodenmais,  in  crystals. 


HYDROUS  ANTIMONATES. 

586.  BINDKEIMITE.  Blei-Niere  (fr.  Nertschinsk)  KarsL  Tab.,  50,  77,  78, 1800  (citing  anal, 
by  Bindheim,  Scbrift.  Ges,  Nat.  Fr.  Berlin,  x.  374,  1792).  Antimonate  of  Lead.  Antimoublei- 
spath,  Antimonsaures  Bleioxyd,  Germ.  Stibiogalenit  Glock.,  Syn  ,  257,  1847.  Bleinerite  iVe'co/, 
Min.,  383,  1849. 

Amorphous,  reniform,  or  spheroidal ;  also  earthy  or  incrnsting.  Struc- 
ture sometimes  curved  lamellar. 

11.  =4.  G.  =4*60— 4-76,  Siberia,  Hermann  ;  5'05,  white,  Cornwall, 
Heddle ;  4-707,  brown,  ib.,  Ileddle.  Lustre  resinous,  dull,  or  earthy. 
Color  white,  gray,  brownish,  yellowish.  Streak  white  to  grayish  or  yel- 
lowish.   Opaque  to  translucent. 

„  Comp.—l*b^  isb  + 4  H,  Siberian  mineral,  Hermann;  tb'^  Sb  4- 2^11,  Tlorhausen,  Ramm. ;  tb^ 
Sb^4-10  H,  Cornwall,  Heddle,  anal.  4,  6;  the  true  nature  not  fully  understood. 

Analyses:  1,  Hermann  (J.  pr.  Ch.,  xxxiv.  179):  2,  C.  Stamm  (Pogg.,  c.  618);  3-5,  Heddle 
(Phil.  Mag.,  IV.  xii.  126^  Greg  &  Letts.  Min.,  373);  6,  Percy  (ib.): 


Sb 

?b 

H 

Pe 

Ca 

Is 

1.  Nertschinsk 

31-71 

61-38 

6-46 

=  100  Hermann. 

2.  Horhausen 

4113 

48-84 

5-43 

3-35 

tr. 

tr., 

Cu  0-84=99-59  Stamm. 

3.  Cornwall,  white 

42-22 

47-04 

11-50 

=  100-76  Heddle. 

4,       "  " 

42  44 

4G-68 

11-98 

=  101-10  Heddle. 

6.       "  hrown 

4t;'70 

43-94 

6-46 

1-44 

1-34 

ir.-- 

=  99-88  Heddle. 

6. 

47-36 

4ir73 

11-91 

=  100  Percy. 

_  Pfaff  early  found  in  the  Nertschinsk  mineral  (Schw.  J.,  xxvii.  1)  Sb  43-96,  'As  16-42,  f  b  33-10, 
3Pe  0-24.  Cu  3-24,  Si  2-34,  S  0-62,  Fe,  Mn,  etc.,  3  32  —  103-^3.  Bindheim  (1.  c.)  made  it  to  contain 
'As  25,  f»b  35,  iPe  14,  H  10,  Si,  ^1  9,  Ag  1-15  =  95-15. 

Pyr.,  etc. — In  the  closed  tube  gives  off  water.  B.B.  on  charcoal  reduced  to  a  metallic  globule 
of  antimony  and  lead,  coating  the  cliarcoal  white  at  some  distance  from  the  assay,  and  yellow 
nearer  to  it. 

.  Obs.— A  reuult  of  the  decomposition  of  other  antimonial  ores. 

From  Nertschinsk  in  Siberia;  Horhausen;  near  Endellion  in  Cornwall,  with  jamesonite,  from 
which  it  is  derived. 

Bleinierite  is  German  for  Lead-kidney-ite !  and  Slihiogalenite  implies  the  presence  of  galena  oi 
Bulphid  of  lead  j  hence  the  substitute  above  after  the  earhest  analyst  of  the  species. 


B.  NITRATES. 

590.  Nitre  NOsHO  |K 

591.  Soda  Nitre          Nai^'  Ne^iO  |Na 

592.  NiTROCALCiTE  (N02)2||02||ea  +  aq 

593.  NiTROMAGXESITE      MgR  +  wfl  (N  02)2i02|lMg+n 
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590.  NITRE.    Nitrate  of  Potash.    Saltpetre.    Salpeter  G^erTTi.    Kalisalpeter  iZav^m,  Ha adb., 

849,  1813.    Potasse  uitratee. 

Orthorliombic.  I A  7=118°  50^  0  A  l-^=130°  8' ;  a  :  h  :  c=l-lS61  : 
1  :  1-692.  14  A  l-^,  top,  =  109°  57^  2-1  A  2-1,  ib.,  =  71°  at  19°  C,  and  71° 
4:4:'  at  100°  C,  B.  and  M.  Generally  in  thin  crusts,  silky  tufts,  and  deli- 
cate acicular  ciystallizations. 

H.  =  2.  G.  =  1'937.  Lustre  vitreous.  Streak  and  color  white.  Sub- 
transparent.    Brittle.    Taste  saline  and  cooling. 

Comp. — K^=: Nitric  acid  53*4,  potash  46'6=100.  Klaproth  obtained  for  an  African  specimen 
(Beitr.,  i.  Nitrate  of  potash  42-55,  sulphate  of  hme  25-54,  chlorid  of  calcium  0*20,  carbonate 
of  hme  .^0-40  =  98-60. 

Pyr.,  etc. — Deflagrates  vividly  on  burning  coals,  and  detonates  with  combustible  substances. 
Colors  the  ttarne  violet  (potash).    Dissolves  easily  in  water;  not  altered  by  exposure. 

Obs. — Found  generally  in  minute  needle-form  crystals,  and  crusts  on  the  surface  of  the  earth, 
on  walls,  rocks,  etc.  It  forms  abundantly  in  certain  soils  in  Spain,  Egypt,  and  Persia,  especially 
during  hot  weather  succeeding  rains.  Also  manufactured  from  soils  where  other  nitrates  (nitrate 
of  lime  or  soda )  form  in  a  similar  manner,  and  beds  called  nitriaries  are  arranged  for  this  purpose  in 
Prance,  Germany,  Sweden,  Hungary,  and  other  countries.  Refuse  animal  matter,  also,  putrified 
in  calcareous  soils,  gives  rise  to  the  nitrate  of  hme.  Old  plaster,  lixiviated,  affords  about  5  p.  c. 
of  nitre.    In  India  it  is  obtained  in  large  quantities  for  the  arts. 

Nitre  requires  for  its  formation  dry  air  and  long  periods  without  rain ;  the  potash  comes  mainly 
from  the  debris  of  feldspathic  rocks  in  the  soil.  The  oxydation  of  the  nitrogen  of  the  air  is  pro- 
moted by  organic  matters;  hence  the  nitre  is  generally  associated  with  azotized  decomposed 
organic  substances.  A  nitre  crust  from  the  vicinity  of  Constantiue.  Algeria,  aflbrded  K  N  86-00, 
CaN"  and  MgiS"  3-00,  NaCl  6-00,  H  3-50,  insol.,  etc.,  1-50=100,  Boussingault. 

In  Madison  Co.,  Kentucky,  it  is  found  scattered  through  the  loose  earth  covering  the  bottom 
of  a  large  cave.  Also  in  other  caverns  in  the  Mississippi  valley.  Those  of  Tennessee,  along  the 
limestone  slopes  and  in  the  gorges  of  the  Cumberland  table-laud,  afford  it  abundantly. 

Nitre,  according  to  Frankenheim,  is  dimorphous,  like  carbonate  of  lime;  one  form  prismatic 
(aragonite-like),  the  other  rhomhohedral  (calcite-like).  The  piismatic  is  the  normal  one  between 
-10'  C.  and  300'  C. ;  and  between  these  temperatures  the  rhombohedral  is  easily  transformed 
into  the  prismatic  through  the  presence  of  some  foreign  substance.  Above  300^  the  rhombo- 
hedral is  the  normal  one,  the  prismatic  here  changing  to  it,  and  retaking  again  its  form  on  a 
diminution  of  temperature  (Pogg.,  xcii.  354j. 


591.  SODA  NITRE.  Sonde  nitratee  native  M.  de  Eivero,  Ann.  d.  M.-,  vi.  596,  1821.  Nitrate 
of  Soda.  Soda  Nitre.  Nitre  cubique.  Natron-Salpeter  Leonh.,  Handb.,  246,  1826.  Nitratin 
Haid.,  Handb.,  1835. 

Ehombohedral.  B  A  ^=106°  33' ;  a=0-8276.  Cleavage:  rhombohe- 
dral, perfect.    In  efflorescences  ;  also  massive,  granular. 

H.=l-5— 2.  G.  =  2-09  — 2-29  ;  2'290,  Tarapaca,  Hayes.  Lustre  vitreous. 
Color  white  ;  also  reddish-brown,  gray,  and  lemon-yellow.  Transparent. 
Rather  sectile.  Fracture  indistinctly  conchoidal.  Taste  cooling.  Crystals 
strongly  doubly  refracting. 

Comp.— Na^si=Nitric  acid  63-5,  soda  36-5  =  100.  Hochstetter  obtained  from  the.  Chilian 
mineral  (v.  Leonh.,  1846,  235)  NaS"  94-291,  Na  CI  1-990,  K  "S  0-239,  K  N"  0*426,  Mg  t^T  0-858, 
insoi.  0-203,  H  1-993. 

Pyr.,  etc. — Deflagrates  on  charcoal  with  less  violence  than  nitre,  causing  a  yellow  light,  and 
also  deliquesces.    Colors  the  flame  intensely  yellow.    Dissolves  in  three  parts  of  water  at  60""  F. 

Obs. — In  the  district  of  Tarapaca,  northern  Chih,  the  dry  pampa  for  40  leagues,  at  a  height  of 
3,300  feet  above  the  sea,  is  covered  with  beds  of  this  salt  several  feet  in  thickness,  along  -with 
gypsum,  common  salt,  glauber  salt,  and  remains  of  recent  sheUs,  the  last  indicating  the  former 
presence  of  the  sea.    De  Rivero,  L  c  ;  J.  H.  Blake,  Am.  J.  Sci.,  xxxix.  375,  1840. 


BORATES. 
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A.  A.  Hayes  obtained  from  masses  collected  by  Mr.  Blake,  Nitrate  of  soda  64-98,  sulphate  of 
oda  ;V00.  commou  salt  28-G9,  iodids  0  G3,  shells  and  marl  2 -GO  =  99 -90. 
In  1837,  I5n,9uO  quintals  of  this  salt  refined  were  shipped  from  Yquique;  in  1866,  1,000,000 
lintals.    It  is  used  for  the  manufacture  of  nitric  acid  and  nitre. 
0  A  |-2  in  soda  nitre  equals  nearly  0  A  f  in  apatite. 

92.  NITROCALCITE.    Kalksalpeter  Ilaus.,  Haiidb.,  1813.    Nitrate  of  lime.    Chaux  nitra- 
tee.    Nitrocalcite  /S/iep.,  Min.,  ii.  84,  1835.    Calcinitre  Huoi^  Min.,  ii.  430,  1841. 

In  efflorescent  silken  tufts  and  masses.  Color  wliite  or  gray.  Taste 
sharp  and  bitter. 

Comp.— Ca  #+H=]Sritric  acid  59*4,  lime  30  7,  water  9-9  =  100. 

Pyr.,  etc. — On  burning  coals  it  slowly  fuses  with  a  slight  detonation,  and  dries.  Very  deli- 
quescent before,  but  not  after,  being  desiccated  by  heat. 

Obs. — It  occurs  in  silky  efflorescences,  in  many  limestone  caverns,  as  those  of  Kentucky. 
The  salt  forms  in  covered  spots  of  earth,  where  the  soil  is  calcareous,  and  is  extensively  used  in 
the  manufacture  of  saltpetre.  According  to  Hausmann,  a  large  part  of  the  so-called  nitre  in 
nature  is  this  salt. 

593.  NITROMAGNESITE.  Nitrate  of  Magnesia  Beud.,  Tr.,  ii.  384,  1832.  Nitromagnesite 
3hep  ^  Min.,  ii.  85,  1835.  Magnesinitre  Euot,  Min.,  ii.  431,  1841.  Magnesie  nitratee.  Mag- 
nesiasalpeter. 

In  efflorescences.    White.     Taste  bitter. 

Comp. — The  salt  contains,  when  pure  and  anhydrous,  nitric  acid  72-3,  magnesia  27 '7. 
Obs. — From  Umestone  caves,  along  with  nitrocalcite. 

The  existence  of  this  species  as  a  natural  product  has  not  yet  been  clearly  made  out. 


4.  BOKATES. 

Boric  acid  occurs  in  but  few  minerals ;  viz.,  Datolite,  Danburite,  Axi- 
nite,  and  Tourmaline,  with  the  following.  It  is  a  remarkable  fact  that  in 
all  of  them,  as  far  as  known,  the  crystallization  is  either  hemihedral  or 
oblique.  Boracite  and  Bhodizite  are  hemihedral  isometric  ;  Tourmaline 
hemihedral  rhombohedral ;  Datolite  is  monoclinic  ;  while  Danburite  and 
Axinite  are  triclinic.  In  Tourmaline  and  Axinite  boric  acid  acts  the  part 
of  a  base. 

ARRANGEMENT    OF    THE  SPECIES. 

1.  0.  ratio  for  bases  and  acid  1:1. 

594.  Sassolite  IH'B 

595.  SZAIBELTITE  (f  Mg  +  ^  H)' B  + 1  fl 

596.  Hydroboracite  (i  (Ca,  Mg)'+f  JI')  B 

2.  0.  ratio  for  bases  and  acid  1  :  4. 

697.  Boracite  Mg='B^  +  iMgCl 

598.  Rhodizite 

38 


B2||e6i(iH2+fMg)3+iaq 
B2ie6i(fH2+i(ea,Mg)), 


BsegJOelMga+iMga, 
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'6.  0.  ratio  ibr  ba-ses  and  acid  1:6  or  1  :  12  ;  part  or  all  of  the  water  prolaoly  basic,  ana 
thus,  rationally,  1  :  3. 


599. 
600. 
601. 


BOEAX 

Bechilite 

HOWLITE 


602.  Ulexite 

603.  CRYPTOMORPHIT53 

604.  Larderellite 

605.  Lagoxite 


(iXa+iH)B+4iH 
(iCa4-iH)B+HH 
(iCa  +  iH)B  +  fH 

+        6a^  +  iB)'^Si^J 
(iXa+tCa  +  ^H)B+2iH 
(iXa+f  Ca+tH)B+H 
(iNH*0  +  fH)B  +  ifi: 
3FeB^  +  3H 


Bene  ||(iH  +  iN"a)  +  2iraq 
(BBUie.B  H2  +  iea)+li  aq 
(Be).,|102||(iH2+iea)  +  f  aq 

+Q 

(BO)2|i02i(|  H2+iNa2+|€'a)+2iaq 
(B  0)2||02i(i  Ha  +  i  Na2  + 1  ea)  +  aq 

BOflO  |||H+iAm)  +  iaq 
(BO)2lie2|5Fe  +  aq 


Appendix. — 606.  "Warwickitb         B,  Ti,  Mg,  Fe 


594.  SASSOLITE.  Sale  sedativo  naturale  U.  F.  Hoefer^  Memoria,  Firenze,  1778;  Mascagni, 
Mem.  Soc.  Ital.,  viii.  487.  Native  Sedative  Salt.  Acidum  boracis,  vulgo  Sal  sedativum,  Bergm., 
Sciagr.,  1782.  Native  Boracic  Acid  Kirw.,  1796.  Sassoiin  Karst,Tsib.,  40,  75,  1800.  Acide 
boracique  Fr.    Boric  Acid. 

Triclinic.    7a  7^=118°  30^  0  A  1=95°  3',  0  aT=SO°  &  M. 

Twins  :  composition-face  0.  Cleavage  ;  basal  very  perfect.  Usually  in 
Rmall  scales,  apparently  six-sided  tables,  and  also  in  stalactitic  forms,  com- 
posed of  small  scales. 

H.=l.  G.=1'48,  Lnstre  pearly.  Color  white,  except  when  tinged 
yellow  by  snlphnr ;  sometimes  gray.  Feel  smooth  and  nnctuous.  Taste 
acidulous,  and  slightly  saline  and  bitter. 

Comp. — H^B=Boric  acid  56*4,  water  43*6=100.  The  native  stalactitic  salt,  according  to 
Klaproth  (Beitr.,  iii.  97),  contains,  mechanically  mixed,  sulphate  of  magnesia  and  iron,  sulphate  of 
lime,  silica,  carbonate  of  lime,  and  alumina. 

Fyr.,  etc. — In  the  closed  tube  gives  water.  B.B.  on  platinum  wire  fuses  to  a  clear  glass  and 
tinges  the  flame  yellowish-green.  Some  specimens  react  for  sulphur  or  ammonia  in  the  closed 
tube.  Soluble  in  water  and  alcohol  Dissolves  in  2-97  parts  of  water  at  100'  C,  and  10-7  parts 
ai  50°  C. 

Obs. — This  long  known  compound,  the  Sal  sedativum  ffomhergii,  was  first  detected  in  nature 
by  Hoefer  in  the  waters  of  the  Tuscan  lagoons  of  Monte  Rotondo  and  Castelnuovo,  and  afterward 
in  the  solid  state  at  Sasso  by  Mascagni.  The  hot  vapors  of  the  lagoons  consist  largely  of  boric 
acid.  To  collect  it  the  vapors  are  made  to  pass  through  water,  wliich  absorbs  the  boric  acid ;  the 
waters  are  then  evaporated  by  means  of  tbe  steam  from  tiie  springs.  They  yield  seven  to  eiglit 
thousand  pounds  troy  per  day.  These  lagoons  spread  over  a  surface  of  about  3i»  miles  ;  and  in 
the  distance,  clouds  of  vapor  are  seen  rising  in  large  volumes  among  the  mountains.  The  crude 
borax  contains  20  p.  c.  or  more  of  impurities,  among  which  Wittstein  and  Payen  found  13-7 
p.  c.  of  sulphates  (the  most  abundant,  sulph.  ammonia  8'5  p.  c.  sulph.  magnesia  2*6  p.  c). 

Exists  also  in  other  natural  waters,  as  at  Wiesbaden ;  Aachen  ;  Krankenheil  near  F51z ;  Clear 
Lake,  in  Lake  Co.,  California ;  and  it  has  been  detected  in  the  waters  of  the  ocean. 

Occurs  also  abundantly  in  the  crater  of  Vulcano,  one  of  the  Liparl  isles,  forming  a  layer  on 
sulphur,  and  about  the  fumaroles,  where  it  was  discovered  by  Dr.  Holland  in  1813. 

Kenngott  states  that  artificial  crystals  are  monoclinic ;  with /A /=  11 8"  4',  /Ai-i=120°  50'; 
and  twinned  parallel  to  i-l  (Ber.  Ak.  Wien,  xii.  26). 

595.    SZAIBELYITE.    Szaibelyit  K.  F  Peters,  Ber.  Ak.  Wien,  xliv.  143,  June,  1861. 

In  small  nodules  bristled  witli  acicular  crystals. 

H.  =  3— 4.  G.  =  3.  Color  white  outside,  yellow  within.  Streak  white. 
Translucent.    Optically  biaxial. 


BOEATES.  595 

Comp.— 0.  ratio  for  Mg.  B,  11=15  :  18  :  4;  formula  3  Mg^B^+^li:,  Stromeyer;  oi,  if  part  of 
this  water  be  basic,     Mg  +  -j^  H)'  13  +  H. 
Analyses;  1,  2,  Stromeyer  (Ber.  Ak.  "Wien,  xlvii.  347);  3,  Sommaruga  (ib.,  xMii.  oiS): 


B 

Mg 

H 

CI 

3Fe 

Si 

1.  Needles 

36-66 

52-49 

6-99 

0-49 

1-66 

0-20=:98-49  Strom. 

2.  Kernels 

34-60 

49-44 

1-37 

0-20 

3-20 

 =  99-81  Strom. 

3.  Ntedies 

37-38 

6-77 

0-51 

1-78* 

0  -3 1  =  1 00  Sommaruga. 

*2Fe'0',3H0. 


Anal.  1  and  3  afford,  after  separating  impurities,  the  iron  as  ^Pe'^S^: 

B  38-35       Mg  54-65       S  7  00 
38-38  54-67  6-95 

P3rr.,  etc. — Yields  water.  B.B.  splits  open,  glows,  and  fuses  to  a  pale,  hornlike,  brownish-graj 

mass,  coloring  the  flame  yellowish-red. 

Obs. — Occurs  in  kernels  imbedded  in  a  gray  granular  limestone  at  "Werksthal  in  southeaster!: 
Hungary. 

Named  after  Szajbelyi,  who  collected  the  hmestone  containing  it. 

596.  HYDROBORACITE.    G.  Hess,  Pogg.,  xxxi.  49,  1834.   Hydrous  Borate  of  Lune  and 

Magnesia. 

Resembles  fibrous  and  foliated  gypsum. 

H.=2.  G.=l*9— 2.  Color  wliite,  with  spots  of  red  from  iron.  Thin 
plates  translucent. 

Comp.— Ca'  B^+Mg3B*+18  fi=(|  Ca  +  i  Mgf  B^+9  fl;  or,  making  the  water  basic,  (f  H+i 
(Ca,  3[g))^B  ;=Boric  acid  47-8,  lime  14*3,  magnesia  10-2,  water  27-7  =  100.  Analyses  by  Hess 
(Pogg.,  xxxL  49) : 

B  Ca  Mg  H 

1.  49-92         13-30         10-43         26-38  =  100. 

2.  49-22         13-74         10-71         26  33=100. 

Pyr.,  etc. — B.B.  fuses  to  a  clear  glass,  tinging  the  flame  sUghtly  green,  and  not  becoming 
opaque.  In  a  matrass  affords  water.  Somewhat  soluble  in  water,  and  yielding  a  slightly  alka- 
line reaction.    Dissolves  easily  in  muriatic  and  nitric  acids. 

Obs. — Hydroboracite  was  first  observed  by  Hess,  in  a  collection  of  Caucasian  minerals.  The 
specimen  was  full  of  holes  filled  with  clay,  containing  different  salts.  It  may  be  mistaken  for 
gypsum,  but  is  readily  distinguished  by  its  fusibility. 

597.  BORACITE.  Kubische  Quarz-Krystalle  (fr.  Liineburg)  Lasius,  Crell's  Ann.,  ii.  333,  1787. 
Liineburger  Sedativ-Spath  Westrumh,  Kl.  phys.-ch.  Abh.,  iii.  167,  1789.  Borazit  Wern.,  Bergm. 
J.,  1789,  393,  1790,  234.  Borate  of  Magnesia.  Magnesie  boratee  Fr.  Parasit  0.  Volger,  Pogg,, 
xcii.  77,  1854.    Massive  Boracite  of  Stassfurt=Stasfurtit  G.  Rose,  Pogg.,  xcvii.  632,  1856. 

Isometric  ;  tetrahedral.  Figs.  1.  29,  30,  and  the  annexed.  Observed  planes 
as  in  the  figures,  with  also 
2-2,  5-|,  on  alternate  angles 
only.  Cleavage :  octahedral, 
in  traces.  Cubic  faces  some- 
times striated  parallel  to  al- 
ternate pairs  of  edges,  as  in 
pyrite. 

II.  =  7,  in  crystals;  4*5, 
massive.  G. =2*974,  Haid- 
inger ;  2'9134,  massive,  Kar- 
sten.    Lustre  vitreous,  in- 
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cJining  to  adamantine.  Color  wliite,  inclining  to  gray,  yellow,  and  green 
Streak  white.  Subtransparent — translucent.  Fracture  con choidal,  uneven 
Pyroelectric,  and  polar  along  the  four  octahedral  axes. 

Var. — 1.  Ordinary.  In  crystals.  2.  31asswe,  with  sometimes  a  subcolumnar  structure  ;  Stass 
furtiie  of  Eose.  It  resembles  a  fine-grained  white  marble  or  granular  limestone.  Parasite  of 
Volger  is  the  plumose  interior  of  some  crystals  of  boracite. 

Comp. — Mg^B*  +  iMg  CI r=  Boric  acid  62*6,  magnesia  26'8.  chlorid  of  magnesium  10-6=:100. 
Analyses:  A.  of  crystals:  1,  Stromeyer  (Gilbert's  Ann.,  xlviii.  215);  2,  Arfvedson  (Ak.  H, 
Stockh.,  1822,  92):  3,  Eammelsberg  (Pogg.,  xlix.  445);  4,  Weber  (Pogg.,  Ixxx.  282);  5,  6,  Potyka 
(Pogg.,  cvii.  433);  7,  8.  Siewert  and  Geist  (J.  pr.  Ch.,  Ixxvii.  338). 

B.'Of  Massive  Boracite  or  Scassfurtite :  1,  Karsten  (Pogg.,  Ixx.  557,  1847);  2,  C.  F.  Chandler 
(Inaug.  Diss.);  3,  Siewert  &  Drenkham  (ZS..  Nat.  Ver.  Halle,  xi.  365);  4,  H.  Ludwig  (Arch. 
Pharm.,  II.  xcvi.  129);  5,  Heintz  (J.  pr.  Ch.,  Ixxvi.  243);  6,  Potyka  (Pogg.,  cvii.  433) ;  7,  Kromayer 
(Arch.  Pharm.,  II.  xcviii.  139): 

B        Mg         IPe     MgCl  H 

.     [67]        33       =100  Strom. 

[69-7]      80-3       =100  Arfv. 

"  [69-77]    30-23  =100  Ramm. 

opaque   (|)  [64-48]    31-39        0-61    3-52  =  100  Weber. 

trp.  62-91     25  24  Fe  1-59     10-90      0*55  =  lOTl 9  Potyka. 

clouded         61-19     26-19    "  1-66     10*41      0-94=100-39  Potyka. 

(I)  [61-82]    25-43    "  1-33     11*42   =100  Siewert. 

(I)  [61-80J    25-44    "  1-44     11-32   =10u  Geist. 


A.  1.  Liineburg,  trp. 
2.  " 
3. 

4.  » 
5. 
6. 
7. 


B.  1.  Massivt 

2.  " 

3.  " 

4.  " 

5.  " 

6.  " 

7.  " 


[69  49] 
[69-18] 


69  49 
69-1 
69-05 
58-45 
'61-22 
60-77] 
[58-90] 


29-48 
29-9  h 
:-0-83 

23-  8  I 

25-  74 

26-  15 

24-  93 


1  03 
FeO-89 
0-82 

0-43 
Fe  0-40 


11-75 
10-98 
10-78 
9-97 


6-00: 
1  63 
1-95: 
6-20: 


:100  Karsten. 
:l(iO  Chandler. 
:  100-20  S  &  D. 
:100  Ludwig. 
:100  Heintz. 
:100  Potyka. 
:100  Kromayer. 


An  i ron-loracite  (Eisenstassfurtit)  from  Stassfurt  is  described  by  Huyssen  (Jalirb.  Min.  1865, 
329).  having  half  the  Mg  replaced  by  Fe. 

Westrumb,  who  was  the  first  to  detect  in  boracite  the  boric  acid  (Sedativsalz=Sedative  salt  of 
old  authors),  found  (1.  c,  and  also  Schrift.  Ges.  N,  Fr.  Berlin,  ix.)  Boric  acid  68-0,  magnesia_  13*5, 
iirae  1  TO.  alumina  1-0,  oxvd  of  iron  0-75,  sihca  2  0=96-25.  In  another  trial  he  obtained  B  65-0, 
Mg  20-5,  Ca  7-0,  Fe  1-25,  A12-25,  Si \%  with  2  of  water  or  loss  on  iguition  =  99-U.  Several  of  the 
subsequent  analysts  failed  to  detect  the  chlorine. 

Pyr.,  etc. — The  massive  variety  gives  water  in  the  closed  tube.  B.B,  both  varieties  fuse  at 
2  witli  intumescence  to  a  white  crystalline  pearl,  coloring  the  flame  green  ;  heated  after  moisten- 
i]ig  with  cobalt  solution  assumes  a  deep  pink  color.  Mixed  with  oxyd  of  copper  and  heated  on 
charcoal  colors  the  flame  deep  azure-blae  (chlorid  of  copper).    Soluble  in  muriatic  acid. 

Soluble  ia  powder  in  dilute  muriatic,  nitric,  or  sulphuric  acids,  and  the  massive  kind  most 
readily  so.  Alters  very  slowly  on  exposure,  owing  to  the  chlorid  of  maguesium  present,  which 
takes  up  water. 

It  is  the  frequent  presence  of  this  dehquescent  chlorid  in  the  massive  mineral,  thus  originat- 
ing, that  led  to  the  view  that  there  was  a  hydrous  boracite  (stassfurtite).  See  on  iliis  point 
Bischof 's  Steinsalzwerke  bei  Stassfurt.  p.  36,  and  Steinbeck  in  Pogg.,  cxxv.  68.  Parasite  of 
Volger  is  a  result  of  the  same  kind  of  alteration  in  the  interior  of  crystals  of  boracite,  which 
gi'-es  the  somewhat  plumose  character  it  has,  and  the  water.  Weber's  analysis  above  was  prob- 
ably made  on  such  an  altered  crystal. 

6bs.— Observed  in  beds  of  anhydrite,  gypsum,  or  salt.  In  crystals  atKalkberg  and  Schildsteiu 
in  Luueburg,  Hanover;  at  Segeberg,  near  Kiel,  in  Holstein;  at  LuneviUe,  La  Meurthe,  France; 
massive,  or  as  part  of  the  rock  of  the  Salt  Mine  at  Stassfurt,  Prussia. 

Boracite  was  first  shown  to  be  pyroelectric  by  Haiiy  in  1791. 

598.  RHODIZITE.    Rhodizit  G.  Rose,  Pogg.,  xxxiii.  253,  1834,  xxxix.  321.    Rhodicit  Hausm. 

Isometric  and  tetraliedral,  like  boracite.  Planes  1  smooth  and  sinning, 
i  often  uneven. 

II.  =  S.  G.=3'3— 8*42.  Lustre  vitreons,  inclined  to  adamantine.  Color 
wliite.    Translucent.  Pyroelectric. 
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Pyr.,  etc. — B.B.  in  the  platinum  forceps  fuses  vritli  difficulty  on  the  edges  to  a  white  opaque 
glass,  tinging  the  flame  at  first  green,  then  green  below  and  red  above,  and  finally  red  throughout. 
With  borax  and  salt  of  phosphorus  fuses  to  a  transparent  glass.    Supposed  to  be  liuie-boraeite. 

Obs.— Found  by  Gr.  Rose  in  mmute  crystals  on  red  tourmahnes  from  near  Sarapulsk  and  Schai- 
tansk  in  the  vicinity  of  Kathariuenburg,  and  named  from  fjoSi^sn'^  in  allusion  to  its  tinging  flamt 
red.    The  largest  crystals  seen  were  two  lines  in  diameter. 

599.  BORAX.    Tinkal  of //icZi'a.    ChrysocoUa  (ex  nitro  confecta),  Borras,  Agric,  154(5.  Boraa 

Trtt/^.,  Min.,  1748.    Borate  of  Soda.    Boraxsaures  Natron  G^erwi.    Sonde  borates  iv-. 

Monoclinic.  C=7S°  25',  I A  I^S7°,  0  A  24=132°  49' ; 
a  :  h  :  6^=04906  :  1  :  0*9095.  Observed  planes  as  in  the 
annexed  tignre,  with  also  44.  0  A  /=T6°  40'  and  101° 
20',  O  A  1=139^  30',  0  A  2=115°  53',  0  A  44=114°  dU\ 
6>A^4=90°,  ^-^A/=133°  30'.  Cleavage:  i-i  perfecrt ; 
/  less  so  ;  i-l  in  traces.  Plane  of  composition  i-i  \  0  N  0 
=  146°  50'. 

H.  =  2—2*5.  G. =1*716.  Lustre  vitreous — resinous  ; 
sometimes  earthy.  Color  white  ;  sometimes  grayish,  bluish 
or  greenish.  Streak  white.  Translucent — opaque.  Frac- 
ture conclioidal.  Rather  brittle.  Taste  sweetish-akaline, 
feeble. 

Comp.— Xa  B-+10  H;  or  (iXa  +  |H)  B+4^  H=Boric  acid  .''>6-6,  soda  Irt  l  water  4T-2. 

Pyr.,  etc. —  B.B.  pufts  up,  and  afterward  fuses  to  a  transparent  globule,  called  the  glass  of 
borax.  Fused  with  fluor  spar  and  bisulphate  of  potash  it  colors  the  flame  around  the  assay  a  clear 
green.  Soluble  in  water,  yielding  a  faintly  alkahue  solution.  Boihug  water  dissolves  double  its 
weight  of  this  salt. 

Obs. — Borax  was  originally  brought  from  a  salt  lake  in  Thibet.  The  borax  is  dug  in  masses 
from  the  edges  and  shallow  parts  of  the  lake,  and  in  the  course  of  a  short  time  the  holes  thus 
made  are  again  fihed.  This  crude  borax  was  formerly  sent  to  Europe  under  the  name  of  tincal, 
and  thei'e  purified.  It  is  announced  by  Dr.  J.  A.  Yeatch  as  existing  in  the  waters  of  the  sea  along 
the  California  coast,  and  in  those  of  many  of  the  mineral  springs  of  Calih>ruia  (J.  f rankl.  Inst., 
1860)  Crystals,  2  or  3  inches  across,  occu';  in  the  mud  of  Borax  Lake,  near  Clear  Lake.  Cal., 
65  m.  X.W.  of  Suisun  Bay  and  Sii  m.  from  the  Pacific.  It  has  also  been  found  at  Viquiutizoa 
and  Escapa  in  Peru ;  at  Halberstadt  in  Transylvania ;  in  Ceylon.  It  occurs  in  solution  in  the 
mineral  springs  of  Chambly,  St.  Ours,  etc.,  Canada  East  (Hunt,  Logan's  G-.  Rep.,  185o). 

The  waters  of  Borax  Lake,  California,  contain,  according  to  Gr.  E.  Moore,  535-08  grains  of  crys- 
tahized  borax  to  the  gallon  (Am.  J.  Sci.,  xii.  257). 

Borax  is  now  extensively  made  from  the  boric  acid  of  the  Tuscan  lagoons,  by  the  reaction  of 
this  acid  on  carbonate  of  soda.  This  salt  is  employed  in  several  metallurgical  operations  as  a 
flux,  is  sometimes  used  in  the  manufacture  of  glass  and  gems,  and  extensively  in  the  process  of 
soldering. 

Named  borax  from  the  Arabic  'buraq,  which  included  also  the  nitre  (carbonate  of  soda)  of  ancient 
writers,  the  natroa  of  the  Egyptians. 

Prof  Bechi  has  analyzed  a  borate  occurring  as  an  incrustation  at  the  Tuscan  lagoons,  which 
afforded  li  43-56,  Xa  ly25,  II  37-19=100,  giving  the  formula  Na  B'+G  II  (Am.  J.'Sci.,  IL  xvii. 
I2S). 

600.  BBCHILITE.  Hayesine?  ^ec7«.  Am.  J.  Sci.,  IL  xvii.  129,  1S54.  Bechilite  X>a«a.  Hydrous 

Borate  of  Lime. 

In  crusts,  as  a  deposit  from  springs. 

Comp.-O.  ratio  for  Ca,  B,  H=l  :  6  :  4;  (i  Ca+^H)  B  +  HH=Boric  acid  52-2,  lime  20-9 
water  26-9  =  100.    Analysis:  Bechi  (L  c): 

B  51-13  Ca  20-85  H  26-25  Si,  Al,  Mg  1  75  =  99-98. 
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Pyr.,  etc. — Yields  water.  B.B.  fuses  easily,  coloring  the  flame  reddish-yellow;  moistened 
with  sulphuric  acid  the  flame  is  colored  green, 

Obs. — Found  by  Bechi  as  an  incrustation  at  the  baths  of  the  boric  acid  lagoons  of  Tuscany 

Artif. — A  hot-water  solution  of  ulexite,  after  concentration  and  cooling,  yielded  Lecanu  (J 
Pharm..  III.  xxiv.  22)  scales  of  a  salt  having  the  above  ratio,  as  determined  by  him.  Krau 
obtained,  under  similar  circumstances,  the  compound  Ca-B^+6H,  or  5  H  after  drying  ovei 
sulphuric  acid,  and  :i  H  after  heating  to  120'  C. 

The  Hayesine  of  D.  Forbes  (Phil.  \i;g..  IV.  xxv.  113),  from  the  waters  of  the  hot  springs, 
Banos  del  Toro.  in  the  Cordilleras  of  Coquimbo.  may  be  of  the  above  species.  It  occurs  in  the 
waters  in  the  form  of  snow-white  silky  or  feathery  flakes,  and  also  as  a  flaky  sediment  at  the 
bottom. 

Forbes  suggests  that  the  mineral  is  formed  by  the  action  of  hot  vapors,  volcanic  in  source,  on 
the  lime  of  the  waters  through  which  they  pass. 


601.  HOWLITE.    SiHcoborocalcite  H.  How,  Phil.  Mag.,  IT.  xxxv.  1863.    Howlite  Dana. 

In  small  rounded  imbedded  nodules.  Texture  compact,  without  cleav- 
age ;  also  clialk-like  or  earthy. 

H.  =  3-5;  often  less.  G.  =  2-55.  Lustre  subvitreous.  glimmering.  Color 
"svhite,  Subtranslucent,  or  translucent  in  thin  splinters.  Fracture  nearly 
even  and  smooth. 

Comp. — A  hydrous  borate  of  hme.  similar  to  hecMIite,  combined  with  one-sixth  of  a  silicate, 
analogous  to  danburite.  0.  ratio  for  B,  Si,  H— 4  :  14  :  4  :  5;  corresponding  to  [(iCa  +  ^  H) 
B+f  H]+i[(iCa'+iB)-Si3]=Boric  acid  43-0,  siUca  15-8,  lime  29-4.  water  ir8=l'O0.  How 
deduces  the  0.  ratio  4:15:4:5;  but  as  the  boric  acid  was  not  directly  determined,  its  prefer- 
ence to  the  preceding  is  not  certain.  How  writes  the  formula  2  Ca  Si  4-2  (Ca  B-  +  H)-i-H*B. 
Analyses :  1-3,  How ;  4,  the  mean  after  excluding  the  lime  as  gypsum  : 

Si         B         S     Mg     Ca  5 


1.  Compact  15-19  [43-o3 

2.  15-44  [44-l(y 

3.  Chalky  14-64  [42*45 

4.  Mean,  gypsum  excL  15-25  [44-22^ 


1-03  tr.  28-90  ll'So 

0-  SO  tr.  28-04  11-62 

1-  86  tr.  28-8.5  12-20 
  —  28-69  11-84 


Obs. — Occurs  in  Nova  Scotia,  in  nodules,  of  the  size  mostly  of  filberts,  or  ^  in.  to  ^  in.,  and 
rarely  1  to  2  in.  through,  imbedded  in  anhydrite  or  gypsum,  at  BrookviUe,  about  3  m.  S.  of 
"Windsor,  and  associated  with  ulexite.  The  harder  kind  (anal  1,  2)  occurs  in  anhydrite,  and  the 
softer  (anal  3)  in  gypsum. 

602.  ULEXITE.  Boronatrocalcit  Ulex,  Ann.  Ch.  Pharm.,  Ixx.  49,  1849.  Xatron-Kalk-Borat. 
Ulexite  Dana,  Min.,  695,  1850.  Natronborocalcite.  Tinkalzit  (fr.  Africa)  Kletzinsky,  Polyt. 
Ceutr.,  1384,  1859. 

In  rounded  masses,  loose  in  texture,  consisting  of  fine  fibres,  vhich  are 
acicular  or  capillary  crystals. 

H.  =  l.  G.==l '65,  X.  Scotia,  How.  Lustre  silky  vithin.  Color  white. 
Tasteless. 

Comp.— 0.  ratio  for  Sa,  Ca,  B,  H=I  :  2  :  18  :  18,  Eamm.,=(i  R  4-i  fi)  B  +  f  ft=Boric  acid 
45-6.  hme  12-3,  soda  6-8,  water  35-3  =  100.  How  deduces  for  the  N.  Scotia  mineral  the  ratio 
1  :  2  :  15  :  15  =  Boric  acid  44-(i,  hme  14-1.  soda  7*8,  water  34-1  =  100.  Analyses:  1,  Ulex  (1.  c ); 
2.  A.  Dick  (Phil.  Mag.,  IV.  vi.  50);  3.  Rammelsberg  (Pogg.,  xcvii.  301);  4.  Helbig  (Dingler'.q 
Pol.  J.,  cxlvii.  819);  5-8,  Kraut  (Arch.  Pharm.,  II.  cxii  2o,  Jahresb.,  18^2,  759,  Ann.  Cli. 
Pharm.,  cxxxix.  2.=)2);  9,  Lunge  (ib..  cxxxviii.  51);  10,  Kletzinski  (Polyt.  Centr..  1859,  1384, 
Ramm.  Min.  Ch.,  98S) ;  11,  Phipson  (C.  R.,  hi.  407);  12,  Salvetat  (ib.,  5^6)';  13,  H.  How  (Am  J 
Sci.,  II.  xxiv.  230) ;  14,  id.  (ib..  xxxii.  9) : 


B       Ca      Xa    K     fi  NaCl 

1.  Iquique     [49-5]    15-9      8*8    25-8   =100  Ulex. 

2.  "         [45-46]  14-3-2    8-22  O-'jl  27-22  2*65,  S  MO,  sand  0-32  =  100  Dick. 
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B 

3.  Iquique  [43-70] 

4.  "  [46-30] 

5  •'  42-48 

6  [47-20 

7.  "  [48-22 

8.  Africa  45-74 

9.  Iquique  44-38 
10.  W.  Africa  36-91 
1 1  Iquique  34*7 1 
12.  "  S4-74 
13. 
14. 


X.  Scotia  [41-97] 
[44-10] 


A, 

Ca 

Na 

K 

Na  CI 

13-13 

6-67 

0-83  35-67 

 =100  Ramm. 

14  03 

5-17 

32-61 

1 -89  =  100  Helbig. 

14-39 

7-72 

85-51 

 =100  Kraut. 

16-24 

6-38 

30-18 

 =lCiO  Kraut. 

17-68 

5-42 

28-68 

 =100  Kraut. 

13-45 

7-08 

83-78 

 =  lui)  Kraut. 

12-69 

5-58 

36-85 

 ,  Mg  0-50  =  100  Lunge. 

14-02 

8-59 

37-40 

2-19i  Na  S  0>9=100  Kletzinski. 

14-4.6 

11 -y5 

84-00 

 ,  CI  1-34.  S  1-10,  Si  0-60,  sand  2-00=100-15  P. 

15-78 

8-33 

35-00 

0-81,  S  0-84,  earthv  2-^0=100  Salvetat. 

13-95 

8-36 

34-39 

 ,  S  1-29,  Mg  0-04=100  How. 

14-20 

7-21 

34-49 

 =  100  How. 

G.  of  anal.  10=1-912. 

la  analysis  3,  3-17  clilorid  of  sodium,  0-41  sulphate  of  soda,  and  0-o9  sulphate  of  lime  are 
excluded. 

Pyr.,  etc. — Yields  water.  B.B.  fuses  at  1  with  intumescence  to  a  clear  blebby  glass,  coloring 
the  flame  deep  yellow.  Moistened  with  sulphuric  acid  the  color  of  the  flame  is  momentarily 
change!  to  deep  gre^n.  Not  soluble  in  cold  water,  and  but  little  so  in  hot;  the  solution  alkaline 
in  its  reactions. 

Obs. — Occurs  in  the  dry  j^lains  of  Iquique,  Southern  Peru ;  in  the  province  of  Tarapaca*  (where 
it  is  caUed  tiza),  in  whitish  rounded  masses,  from  a  hazelnut  to  a  potato  in  size,  which  consist  of 
interwoven  fibres  of  the  ulexite.  with  pickeringite,  glauberite,  halite,  gypsum,  and  other  impuri- 
ties ;  on  the  West  Africa  coast ;  in  Xova  Scotia,  at  "Windsor,  Brookville,  and  Xewport  (H.  Howj, 
filling  narrow  cavities,  or  constituting  distinct  nodules  or  mammillated  masses  imbedded  in  white 
gypsum,  and  associated  at  Windsor  with  glauber  salt,  the  lustre  internally  silky  and  the  color 
very  w  hite ;  in  Xevada,  in  the  salt  marsh  of  the  Columbus  Mining  District,  forming  layers  2-5  iu. 
thick  alternating  with  layers  of  salt,  and  in  balls  3-4  in.  through  in  the  salt. 

Xamed  after  Ulex,  who  gave  the  first  correct  analysis  of  the  miueraL 

Alt. — Occurs  altered  to  gypsum. 

Hayesine  Dana  (Hydrous  Borate  of  Lime  A.  A.  Hayes,  Am.  J.  Sci.,  xlvi.  377,  xlvii.  215,  1844; 
Borocalcite;  Hydroborocalcite  Hausm.,  Handb.,  1429.  1847)  from  southern  Peru,  is  the  above.  It 
comes  from  the  same  locality,  and  has  the  same  appearance ;  and  all  analyses  of  the  Peruvian 
mineral  since  that  by  Hayes  have  found  soda  to  be  an  essential  constituent.  Hayes  obtained 
B  46-11,  Oa  18  89,  H  35-00  =  100,  with  the  formula  CaiB'-^+6H;  and  he  attributed  the  soda  found 
by  Ulex  to  tlie  mixed  glauberite. 

603.  CRYPTOMORPHITE.    K  How,  Am.  J.  Sci.,  IL  xxxii.  9,  1861. 

In  Iveraels  apparently  micrystalline,  but  under  a  liigli  magnifying  power 
sliown  to  consist  of  thin  tables  or  plates,  rhombic  in  outline,  and  about  S0° 
in  angle. 

Without  lustre.    Color  white. 

Comp. — 0.  ratio  for  Xa,  Ca,  B,  H,  according  to  How,  from  an  imperfect  analysis,  1  :  3  :  27  :  12 
=Boric  acid  58*5,  lime  15-6,  soda  5-8,  water  20"1=100.  and  no  satisfactory  formula.  1  :  3  :  24  : 
12  would  give  the  more  probable  composition  (ilXa,  Ca)  +  ^H)B-t-H=Boric  acid  55'6,  lime  16-7, 
soda  6-2,  water  21-5  =  100.    Analysis:  How  (1.  c): 

B  Ca        Xa  H         Mg  S 

A.  53-98       14-21        7-25       19-76       0-62        3-98  =  100. 

B.  59-10       15  55       5-61  19-72     

B  is  the  result  after  removing  the  magnesia  and  part  of  the  soda  in  the  state  of  sulphates  as 
impurities. 

Pyr.,  etc. — Same  as  under  ulexite. 

Obs. — Occurs  in  white  lustreless  kernels  of  the  size  of  a  pea  or  bean  lying  between  crystals  of 


*  The  province  of  Tarapaca  is  between  19^  and  2U°  S.  lat.,  and  3000  to  3500  feet  above  the 
sea. 


600 


OXYGEN  C03kIP0UNDS. 


glauber  salt.  The  tabular  character  of  the  material  is  supposed  to  be  evidence  of  distinction  from 
ulexite,  which  is  capillary  in  its  forms.    Breadth  of  tables  about  "0048  of  an  inch,  Robb. 

Named  from  kovizto^^  concealed,  and  i^opcpn,  form,  in  allusion  to  the  invisibility  of  the  structure 
except  under  a  microscope. 

604.  LARDERELLITE.    Bechi,  Am.  J.  ScL,  II.  xvii.  130. 

Very  liglit,  white,  and  tasteless.  Appearing  under  the  niicroscope  to 
be  made  up  of  minute  oblique  rectangular  tables ;  M  A  T=:110°,  Amici. 

Comp.— N  0  +  4  B[ ;  or,  more  probably,  making  the  water  partly  basic,  N  H''  0  +  f  fi!)  B 
+ 1^  H.    Analysis  by  E.  Bechi  (1.  c.) : 

B  68-556       NH^  0  12-734       H  18-325 

Dissolves  in  hot  water,  and  is  transformed  into  a  new  salt,  represented  by  the  formula  N  H*  0 
B'+9H,  or  (iNH^O  +  |-H)B2+2iH. 
Obs. — Occurs  at  the  Tuscan  lagoons. 

605.  LAGONITE.    Borate  de  Fer  Omalius  d'HalMj,  1833.    Lagonite  Huoi,  Min.,  i.  290,  1841. 

Sid^roborine  Huot,  1.  273,  1841.    Lagunit  Kenng. 

An  earthy  mineral  of  an  ochreoas  yellow  color. 

Comp. — PeB^4-3H=:Boric  acid  49*5,  sesquioxyd  of  iron  37-8,  water  12-7  =  100.  Analysis 
by  Prof.  Bechi  (Am.  J.  Sci.,  11.  xvii.  129): 

B  47-95       Fe  36-26       H  14-02       Mg,  Ca,  and  loss  1-77 

Occurs  as  an  incrustation  at  the  Tuscan  lagoons.    First  mentioned  by  Beudant. 

606.  WARWICKITE.    Shepard,  Am.  J.  Sci.,  xxxiv.  313,  1838,  xxxvi.  85,  1839.  Enceladite 

T.  S.  Hunt,  ib.,  11.  ii  30,  1846,  xi.  352. 

Monoclinic?  I A  1=93° —  94:°.  Usual  in  rhombic  prisms  with  obtuse 
edges  truncated,  and  the  acute  bevelled,  summits  generally  rounded ;  sur- 
faces of  larger  crystals  not  polished.  Cleavage  :  macrodiagonal  perfect, 
affording  surface  with  vertical  stride"  and  traces  of  oblique  cross  cleavage. 

H.  =  3-4.  G.=:3-19-3-4:3  ;  3  351,  small  crystals,  and  3423,  large  id., 
Brush.  Lustre  of  cleavage  surface  submetallic-pearly  to  sub  vitreous ;  often 
nearly  dull.  Color  dark  hair-brown  to  dull  black,  sometimes  a  copper-red 
tinge  on  cleavage  surface.    Streak  bluish-black.    Fracture  uneven.  Brittle. 

Oomp. — Essentially  a  borotitanate  of  magnesia  and  iron,  with  15  to  20  p.  c.  of  boric  acid, 
Smith  and  Brush  (Am.  J.  Sci.,  II.  xvi.  293).  T.  S.  Hunt  found  in  small  lustrous  unaltered  crys- 
tals (Am.  J.  Sci.,  n.  xi.  352): 

Ti  31-5       Mg  43-5       Fe  8-1       ign.  2-0 

with  a  loss  of  14-99  p.  c,  which  Smith  and  Brush  show  to  be  boric  acid. 

Pyr.,  etc. — Yields  water.  B.B,  infusible,  but  becomes  lighter  in  water ;  moistened  with  sul- 
phuric acid  gives  a  pale  green  color  to  the  flame.  With  salt  of  phosphorus  in  O.F.  a  clear  bead, 
yellow  wliile  hot  and  colorless  on  cooling;  in  R.F,  on  charcoal  with  tin  a  violet  color  (titanic  acid). 
With  soda  a  slight  manganese  reaction.  Decomposed  by  sulphuric  acid;  the  product,  treated 
with  alcohol  and  ignited,  gives  a  green  flame,  and  boiled  with  muriatic  acid  and  metallic  tin  gives 
on  evaporation  a  violet-colored  solution. 

Obs. — Occurs  in  granular  limestone  2^  m.  S.TV.  of  EdenviUe,  N.  Y.,  with  spinel,  chondrodite, 
serpentine,  etc.  Crystals  usually  small  and  slender ;  sometimes  over  2  in.  long  and  f  in.  broad 
The  latter  are  the  enctladik  of  Hunt. 
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5.  TUNGSTATES,  IMOLYBDATES,  VANADATES. 


ARRAXGEMEXT  OE  THE  SPECIES. 


fUXGSTATES  AND  MOLYBDATES. 

610.  TTOLFEAMITE  A  (i  Fe  +  i  Mn)  W  W  0,||e,|(i  Fe+f  Mn) 

B  (|Fe  +  fMn)W  W  0,I|e,|K|  Fe  +  |  Mn) 

C  aFe  +  iMn)W  W  0,||e.||(4  Fe  +  i  Mn) 

D  Fe  :  Mn=2  :  1,  3  :  1,  5  :  1 

611.  HuBXERiTE  MnW  Weo!IO,||Mn 

612.  Ferberite  (tre+iMa)MV3  W3  e5||0,||(f  Fe+^Mn) 

613.  Megabasite  (iFe  +  +  Mn)MV^3  W3  OaiO^IKi  Fe  +  i  Mn) 

614.  SCHEELITE  CaW  WOoIIOoliea 

615.  CuPROSCHEELiTE  (|Ca  +  iCu)W  We,||e,||(f ea  +  ieu) 

616.  Stolzite  PhW  We,||0,||Pb 

617.  WuLFEMTE  tbMo  Mo  0,||0.2||Fb 

618.  Pateraite  Co  Mo  Mo  021021^0 

n.  VANADATES. 

619.  Dechenite  (?b,  2n)V  ^Oo||eo|(Pb,  Zn) 

620.  Descloizite  Ph'^Y  ^0|e4||Pb2 

621.  Yaxadlsite  Stb^Y+PbCl  ¥||Ofi||Pb3+iPb  CI2 

622.  Yolborthite  Cu,  Y,  H 

623.  Chileiie 


610.  WOLFRAMITE.  Lupi  Spuma,  Lapis  niger  ex  quo  conflatur  candidum  plumbum  [=Tiu], 
Agric,  Foss.,  255,  1546.  Yolfram,  Ferrum  arsenico  mineralisatum,  Spuma  Lupi  (fr.  tin  vcnns), 
Wall,  Min.,  268,  1'747.  Magnesia  [^Manganese]  parva  cum  portione  martis  et  jovis  mixta, 
Wolfram  (fr.  Altenberg),  CronsL,  Min.,  107,  17.58.  'Wolfram^TuxGSTiC  Acid,  Iron,  and  Mang., 
(TElhuijar,  Chem.  Zergl.  Wolframs.,  178y.  Tun^xstate  of  Iron  and  Manganese.  Scheelin  ferru- 
gine  K,  Tr.,  iv.  18ul.    Wolframit  BreiiJi.,  Char.,  227,  1832. 

Orthorhombie. .  /A  7=101°  5',  Rose  (101°  45Mverudt ;  101°,  Descloi- 
zeaiix);  I A  z-^=zll:0°  32';  i-i  A  ■J-2=11T''  20';  l-l  A  1-T,  over  the  snminit, 
=:99°  12'  ;  i-i  A  {-2  =  157°  3S'.  Crystals  often  monocliiiic  in  habit,  half  of 
the  planes  1,  i-i.  and  2-2,  being  absent  or  much  smaller  than  tlie  other 
lialt^  Cleavage:  ^-z  perfect,  z-^  imperfect.  Twins:  planes  of  composition 
i-l,  f-I,  and  rarely  ^-i.  Also  irregnlar  lamellar;  coarse  divergent  colnmnar  ; 
massive  grannlar,  the  particles  strongly  coherent. 

H.  =  5  — 5'5.  G.  =  T*1  —  T*55.  Lnstre  snbmetallic.  Color  dark  grayish 
or  brownish-black.  Streak  dark  reddish-brown  to  black.  Opaque.  Some- 
times weak  magnetic. 
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OXTGEX  COMPOUXDS. 


Var.— The  most  important  varieties  depend  on  the  proportions  of  the  iron  anil  manganese 
Those  rich  in  manganese  have  G-.  =  T-19  — 7-54,  but  generally  below  7-25,  and  the  streak  is  mostly 
black.  Those  rich  in  iron  have  G.  =  7-2  — 7*54,  and  a  dark  reddish-brown  streak,  and  they  are 
sometimes  feebly  attractable  by  the  magnet. 


0 


i-i     i-2     I     i-2  i-i 


2-2 


1-t 


494 

hi 


495 


Observed  Planes. 

Comp.— (Fe,  Mn)  W:  mostly  either  2  Fe  W+3  Mn  W,  or  4  Fe  W+Mn  W;  but  also  ratioa 
2  :  1,  3  :  1,  5  :  1,  and  1  :'4. 

Analyses:  1,  Gr.  J.  Popplein  (Mining  Mag,,  TI.  i.  359);  2,  C.  S  Rodman  (priv.  contrib.) ;  3,  Ber- 
nouilh  (Pogg.,  cxi.  603);  4,  5,  Schafigotsch  (Pogg.,  lii.  475);  6,  Ebelmen  (Ann  Ch.  Phys.,  III.  viii. 
505);  7,  Kussin  (Ramm.  3d  Suppl,  127);  8,  BernouiUi  (1.  c);  9,  Weidinger  (ZS.  Pharm.,  18.")-). 
71);  10,  R.  Schneider  (J.  pr.  Ch.,  xhx.  322);  11-16,  Kerndt  (J.  nr.  Ch.,  xlii.  81);  17,  Bernouiili 
(I.e.);  18,  19,  SchalTgotsch  (I.e.);  2o,  Kerndt  (1.  c);  21-24,  BernouiUi  (1.  c.) ;  25,  R.  Petzold 
(Pogg.,  xciii.  474);  26,  Ebelmen  (1.  c.);  27,  Rammelsberg  (2d  Suppl,  175):  28-30,  Kerndt  (1.  c); 
31-33,  R.  Schneider  (1.  c);  34,  F.  A.  Gench  (Am.  J.  Sci.,  II.  xxviii.  253} ;  35,  Berzelius  (Schw.  J., 
xvL  476): 

/.  Ratio  of  Fe  W  to  Mn  \\=\:  4. 


G.  \y 

Fe 

Mn 

Ca 

1.  St.  Francis  R.,  Mo. 

6-67              (1)  75-40 

5-69 

19-38 

l-13i=100-60  Popplein. 

'2.  Madison  Co.,  " 

74-(i5 

4-96 

20-25 

 =99-81  Rodman. 

3.  Zinnwald 

76-20 

5-60 

17-94 

 =99-74  Bernouiili 

11.  Ratio  of  Fe  W  to  Mn 

W  =  2  : 

3. 

4.  Zinnwald 

7-191  75-33 

9-55 

15-12 

 =100  Schaffgotsch. 

5.  " 

7-191  75-66 

9-49 

14-85 

 =100  Schaffgotsch. 

6.  " 

(1)  75-99 

9-62 

13-96 

0-48=  100  05  Ebelmen. 

7.  " 

75-92 

9-38 

14-04 

 =99-34  Kussin. 

8.  " 

75-15 

9-72 

13-99 

tr.,  Cb  1  10  =  99-96  Bernouiili. 

9  » 

75-62 

8-73 

12-17 

2-27,  Ti  1-89,  H  (i-31=10()  99  W 

10.  " 

76  01 

9-81 

13-90 

1-19=100-91  R.  Schneider. 

11. 

7-223  76-34 

9-61 

14-21 

 =100- '3  Kerndt. 

12. 

7-231—7-22  75-62 

9-55 

14-85 

 =100-0'  Kerndt. 

13.  Monroe,  Ct. 

7-411—7-486  75-47 

9-53 

14-26 

 =99-26  Kerndt. 

14. 

7.208—7-269  75-96 

9-74 

14-50 

 =]0u-00  Kerndt. 

15.  Schlackenwald 

7-482-7-535  7o-68 

9-56 

14-30 

 =99-54  Kerndt. 

16.  Altenberg 

7-198- 7-189  75-44 

9-64 

14-90 

 =  99-98  Kerndt. 

III.  Ratio  of  Fe  W  to  Mn  W 

=  2:1  nearly. 

17.  Traversella 

75-99 

16-29 

3-45 

4-03  =  99-76  '^ernouillL 

IV.  Ratio  ofFe^to  Mn  W=3 

:l,  4: 

1,  or  5  :  1. 

18.  Ehrenfriedersdorf 

76-10 

19-16 

4-74 

 =100  Sc  affgotsch. 

19.  Chanteloup 

7-437  76-00 

18-33 

5-67 

 =100  Sci  affgotsch. 
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(jr. 

W 

r  e 

iMn 

Oa 

2i">. 

Chanteloup 

7-48— 7-51 

75-83 

19-32 

4  84 

 =99-'.'9  Kcrndt. 

'21. 

75"6S 

18-77 

5  01 

0-22  =:  l'"j-bS  Uernon'uli. 

22. 

75-75 

18-08 

5*75 

 ,  <;i)        =99  89  Bernouilli. 

2H. 

Ziunwald 

75-08 

18-51 

oO-i 

 ,  Cb  0  5 2  =  It  10-03  Bernouilli 

24. 

u 

7  (MP. 

1849 

5-10 

 =  !»9-72  Bernouilli. 

25. 

Stolberg 

76o7 

18  98 

4-90 

0-7()=:10;>-95  Petzold. 

2.1. 

Limoges 

(4)  7G-iO 

19-19 

4-48 

 ,  MgO-8n=  10(1-67  Ebolrn. 

27. 

Harzegerode 

7-143 

75  5(i 

20-17 

3-54 

 —99-27  Rammelsberg. 

28. 

7-23 

75-UO 

19  25 

4-sO 

 =99-'.i5  Kerudt. 

2\K 

Monte  Tideo 

7-5— 7-513 

76-02 

19-21 

4-75 

 =99-98  Kerndt. 

Xertschiusk 

7-5 

75-G4 

19  55 

4-81 

 =100-00  Kerndt. 

31.  Harz,  Glasebacli 

76-04 

19-61 

4-98 

 ,  Mg  ^r.=  100-92  Sch. 

'•  Pfaflenberg 

7H-2I 

18  54 

5-23 

 "  U-3o  =  100-74  Sch. 

"  Meiseberg 

76-25 

20-2  7 

3-'.  "6 

 "  0-15=10i)  91  Sch. 

34. 

Flowe  M.,  N.  C. 

7-496 

75-79 

19-80 

5  35 

0-32,  Sn  ^/•.=  10 1-26  Genth. 

85. 

Cumberland 

74-67 

17-59 

5-64 

 ,  Si  2-10=  100  Berzelius. 

Vauquelin  gives  for  the  composition  of  a  wolfram  from  the  Department  of  Haute  Vienne,  W 
73-6",  Fe  14-4t).  Mn  11-95=100  (Ann.  Cli.  Phys..  xxx.  2r)l);  and  Richardson  found  for  one  frora 
Bohemia,  W  73-60.  Fe  ll-2(i,  Mu  15-75  =  10(i-5.'>  (Thorn.  Min.,  i.  487).  The  former  analysis  cor- 
responds nearly  to  the  ratio  5  :  4  for  the  two  tanustate:> ;  and  the  latter  to  3  :  4  nearly. 

Hoppe-Seyler  (Ann.  Ch.  Pharm.,  cxl.  247)  found  indium  in  two  specimens  of  wolfram ;  cna 
contained  0--28  p.  c. 

Tlie  metal  tungsten  was  first  recognized  in  this  mineral  by  the  brothers  J.  Joseph  and  P. 
d'EUiuyar,  in  17  85  (Ch.  Anal,  of  Wolfram,  etc.,  translated  from  the  Spanislj  by  Cli.  Cullen.  London, 
17  5.').  a  work  of  which  a  German  translation  by  Gren  was  published  at  llalle  in  l7bG).  Tliey 
obtained  from  the  Zinnwald  mhieral  Tungstic  acid  65-0,  osyd  of  manganese  22-0,  of  iron  13-5  = 
10i»-5. 

Pyr.,  etc. — B.B.  fuses  easily  (F.  =  2-5  — 3)  to  a  globule,  which  has  a  crystalline  surface  and  is 
magnetic.  With  salt  of  phosphorus  gives  a  clear  reddish-yellow  glass  while  hot.  which  i.s  paler 
on  cooling ;  ia  R.F.  becomes  dark  red  ;  on  charcoal  with  tin.  if  not  too  saturated,  the  bead  assumes 
on  cooling  a  green  color,  which  continued  treatment  in  R.F.  changes  to  reddish-yehow.  With 
soda  and  nitre  on  platinum  foil  fuses  to  a  bluish-green  manganate.  Decomposed  by  aciua  regia 
with  separation  of  tungstic  acid  as  a  yellow  powder,  which,  when  treated  B.B.,  reacts  as  under 
Lungstite  p.  186).  Wolfram  is  suflficieatiy  decomposed  by  concentrated  sulphuric  acid,  or  even 
muriatic  acid,  to  give  a  colorless  solution,  which,  treated  with  metallic  zinc,  becomes  intensely 
blue,  but  soon  bleaches  on  dilution. 

Obs. — Wolfram  is  often  associated  with  tui  ores;  also  m quartz,  witli native liismuth.  tungstate 
of  lime,  pyrite,  galenite,  blende,  etc.  It  occurs  at  Cornwall,  much  to  tlie  dutrhiK.'ni  oi'  ihv  tin  ores. 
Found  in  fine  crystals  at  Schlackenwald.  Schneeberg,  Geyer,  Freiberg,  Altenberg.  Ehrenfriedersdorf, 
Zinnwald,  and  Xertschinsk,  and  other  places  mentioned  above;  at  Chanteloup,  near  Limoges,  in 
France;  near  Redruth  and  elsewhere  hi  Cornwall;  in  Cumberland  ithe  ratio  2  :  3  at  Lochfells, 
that  of  4  :  1  at  Godolphin's  Bah)  ;  on  the  Island  of  Rona,  one  of  the  Hebrides ;  in  the  auriferous 
sand  of  the  Wieklow  rivers,  Ireland,  with  tin.  Also  in  S  America,  at  Oruro  in  Bolivia.  The 
crystals  of  Zinnwald  are  remarkable  as  hemitropes. 

In  the  U.  States  it  occurs  at  Lane's  mine,  Monroe,  Conn.,  in  quartz,  associated  with  native  bis- 
muth and  the  other  minerals  above  mentioned,  often  pseudomorphous  after  tungstate  of  lime  ;  in 
small  quantities  at  Trumbull,  Conn.,  at  the  topaz  vein;  massive  and  in  crystals  on  Camdage  farm, 
near  Blue  Hill  Bay,  Me. ;  at  the  Flowe  mine,  Mecklenburg  Co.,  N.  C,  with  scheelice,  crystals 
with  planes  /  i-i,  i-i,  l-l;  in  Missouri,  near  Mine  la  Motte,  and  in  St.  Francis  Co.,  H  m.  from 
St.  Francis  River ;  in  a  g-neiss  boulder  on  the  W.  shore  of  Chief  Island,  L.  Couchiching,  Canada 
West ;  at  Mammoth  mining  district,  Nevada 

This  species  is  shown  to  be  isomorphous  with  columbite  by  G.  Rose  (Pogg.,  Ixiv.  171).  Des- 
cloizeaux  found  in  the  angles  of  wolfram  some  evidence  that  the  crystals  were  monoclinic.  But 
G.  Rose  shows  from  the  twins  that  the  form  is  orthorhombic  and  not  oblique. 

Alt. — Wolfram  occurs  altered  to  scheelite  by  a  substitution  of  lime  for  iron. 

611.  HUBNERITE.    R  Riotte,  Reese  River  (Cal.)  Reveille,  1865 ;  H.  Credner,  in  B.  H.  Ztg., 

xxiv.  370,  1865. 

Orthorhombic.  /A  /=105°.  Cleavage  :  i-i  very  perfect.  Common] j 
in  columnar  masses  or  foliated. 
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OXTGEN  COMPOrXDS. 


II.=4*5.  G.=7*14:,  Breitli.  Lustre  adamantine  on  face  of  cleavt^ge  ; 
elsewhere  greasy.  Color  brownish-red  to  brownish-black.  Streak  yellow- 
ish-brown.   Opaque.    Fracture  uneven. 

Comp. — Mn  W=Tuno^<;tic  acid  7(i-fi,  protoxyd  of  manganese  23-4=100.  Analyses  :  1,  Riotte 
&  Hiibuer  (].  c.) ;  2,  C.  S.  Rodman  (priv.  contrib.)  : 

W  I\rn  Fe 

1.  Nevada       76-4  23-4   =99-8  R.  &  H. 

2.  "  [75-45]       24  31        0-24=:  luO  Rodman. 

Pyr.,  etc. — B.B.  in  the  forceps  less  fusible  than  wolfram ;  with  the  fluxes  gives  manganese 
and  tungstic  acid  reactions.  Partially  soluble  in  muriatic  acid,  leaving  a  yellow  residue,  soluble 
in  ammonia. 

Obs. — From  the  Erie  and  Enterprise  veins,  in  Mammoth  dist.,  Nevada,  in  a  vein  3— 4  feet  wide 
in  argilhte,  with  scheehte,  fluor,  and  apatite. 


612.  FERBERITE.    Ferberit  K.  L.  T.  Liebe,  Jahrb.  Min.  1863,  641,  attributing  the  name  to 

Breithaupt. 

Massive,  granular,  with  some  imperfect  planes  of  crystallization.  Cleav- 
age :  i-t  very  distinct. 

R.=z4:—ii.  G.  =  6-801,  Breith.  ;  T-109,  Earam.  Lustre  imperfectly 
vitreous,  a  little  submetallic-adamantine.  Color  black.  Streak  brownish- 
black  to  blackish-brown.  Opatpie. 

Comp. — Tungstate  of  iron  with  a  little  manganese ;  0.  ratio  for  W=l  :  2-14  to  1  :  2-23,  oi 
nearly  1  :  2^  (instead  of  1  :  3,  as  in  wolfram);  giving  the  formula  W^,  with  Fe  :  Mu=8  :  1. 
Analyses:  1,  Liebe  (1.  c);  2-4,  Rammelsberg  (J.  pr.  Ch.,  xciL  263): 

W       Su      Fe      Mn     Mg  Ca 

1.  Spain,  i^er&ente    70*11    014    23-29    3  02    0  42    1-75,  Al  1  •l7  =  99-90  Liebe. 

2.  "  "  69-83        26-68  3-09  =99-60  Ramm. 

3.  "  "  7u  65        25-97    2*17    1 -52  =  100  Ramm. 

4.  "  "         69-88    0-16    25-34    S'uO    1-62  =  lUO  Ramm. 

Pyr.,  etc. — B.B.  on  charcoal  fuses  easily  to  a  magnetic  globule. 

Obs. — Occurs  in  the  Sierra  Almagrera  m  southern  Spain,  ui  argiUaceous  schist,  -with  quartz. 
Named  after  R.  Ferber  of  Gera. 


613.  MEGABASITE.    Megabasit  Breiih.,  B.  H.  Ztg.,  xi.  189,  1852.    Blumit  K.  L.  T.  Liebe, 
Jahrb.  Min.  1863,  652,  attributing  name  to  Breithaupt. 

Orthorhoinbic,  with  the  angles  of  wolfram,  Blum.  Cleavage  :  i-i  dis- 
tinct ;  /  in  traces.    Occurs  in  fine  needles. 

Il.  =  3'5— 4.  G.  =  645,  fr.  Schlackenwald,  Ramm.  ;  6*967,  ib.,  Breith.  ; 
6-969,  fr.  Sadisdorf,  id.  ;  6'939,  fr.  Morococlia,  id.  Lustre  vitreous,  a  little 
adamantine.  Color  brownish-red,  clove-brown  to  yellowish-brown,  with 
a  reddish-brown  to  hyacinth-red  translucency.  Streak  pale  yellowish- 
brown  to  ochre-yellow. 

Comp. — Tungstate  of  manganese  unth  a  little  iron  ;  0.  ratio  for  R,  'W=l  :  2 J,  as  in  ferberite; 
formula      W'^,  with  Fe  :  Mn=:l  :  4. 

Rammelsberg  gives  the  0.  ratio  1:3;  but  his  aual.  3,  which  he  says  was  made  on  the  purest 
material,  .sustains  1  :  2^. 

Analyses  :  1-3,  Rammelsberg  (3d  Suppl.,  127,  Min.  Ch.,  309): 
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GOo 


1.  Sclilackcnwald 
2. 


[67-05' 
71  71' 
71-.) 


Fe 
G  72 
7-19 
5-4 


]\rn 
19-73 
21-10 
23-1 


Oa 
3-02 


Si 

1-08 


1-01 


P,  F  ign. 

O-Ol    0-78  =  100. 

 =100. 


Pyr. 

Ob3. 


etc. — Same  as  for  -wolframite. 

-Occurs  at  Schlackeu  wald.  where  it  is  sometimes  altered,  as  showu  hy  Blum,  to  litlio 


marge ;  also  at  Sadisdorf ;  at  Morococlia,  Peru. 

614.  SCHEELITE.  Tennspat,  Lapides  stanniferi  spathacei  "lik  en  huit  spat"  (fr.  Bohemia), 
Wall,  Mill.,  303,  1747.  Not  Tungsten  von  Bastnaes  [  =  Cerite]  Cronst,  Ak.  H.  Stockh.,  1751, 
Min.,  188,  1758,  Stannum  spathosum  subdiaphauum  album  Linn.,  Syst.,  1768.  Tungsten  (  = 
TuxGSTic  Acid  and  Lime)  Scheele,  Ak.  H.  Stockh.,  1781.  Schwerstein  Wern.,  Bergm.  J., 
386,  1789;  Karst,  Tab.,  2d.  1791.  Seheelerz  Karst,  Tab.,  56,  1800,  74,  1808.  Tungstate  of 
icheelin  calcaire  ff.,  Tr..  iv.  1801.   Scheelspath  Breiih.,  Char.,  23,  1820.   Scheelit  Leonh., 


Lime. 
Handb.,  594,  1821. 

Tetrasronal :  hemiliedral. 


6)Al-^  =  123°   3':  «  =  1-5369.  Observed 


planes :  0 ;  vertical  /,  but  not  common ;  pyra- 
mids, ^,  1,  i-i,  3-3,  1-2  ;  hemiliedral  in 
the  planes  3-3  and  1-2. 


6>  A  1  =  11-1°  41'  1-iAl-l 
0  A  3-3  =  101  38 

0  A  1-2=120  21 

1  A  1,  pvr.,  =  100  4 
1  A  1,  bas.;  =  130  33 


1-i  A  l)as.,= 
1  A  l-fcllO  2 
1-2  A  1  =  156  59 
3-3  A  1  =  151  16 


107°  18' 
113  54 


Schlackenwald. 


■translucent.  Frac- 


Cleavage :  1  most  distinct,  1-i  interrupted,  0  traces. 
Twins  :  composition-face  1 ;  also  i-i.  Oiystals  usually 
octahedral  in  form,  resembling  f.  496.  Also  reiiiform 
with  columnar  structure  ;  and  massive  granular. 

H.  =  4-5  — 5.    G.  =  5'9  — 6'0T6.    Lustre  vitreous,  in- 
clining to  adamantine.    Color  wdiite,  yellowish-white, 
pale  yellow,  brownisli,  greenish,  reddish ;  sometimes 
almost  orange-yellow.     Streak  white.  Transparent- 
ture  uneven.  Brittle. 

Comp.— Ca  W=Lime  19-4,  tungstic  acid  80-6  =  100. 

Analyses:  1.  Klaproth  (Beitr.,  iii.  44);  2,  Berzelius  (Afh.  i  Fys.,  iv.  305);  3,  4,  Brandes  & 
Bucholz  (Schweig.  J.,  xx.  285);  5,  Himmelbach  (ZS.  G.,  xv.  6(j7);  6,  Bernouilli  (Pogg.,  cxi.  607); 
7,  Choubiue  (Ann.  d.  M.  Russ.,  317,  1841);  8,  Rammelsberg  (Pogg..  Ixxviii.  514);  9,  Bowen  (Am. 
J.  Sci.,  V.  118);  10,  F.  A.  Genth  (Am.  J.  Scl.,  XL  xxviii.  252);  11,  Domeyko  (Ann.  d.  M.,  IV.  iii. 
15);  12,  Delesse  (Bull.  G.  Soc,  IL  x.  17): 


1.  Cornwall 

2.  Westmannland,  Sweden 

3.  Schlackenwald 

4.  Zinnwald 

6  Rieseugebirge 

6.  Tiaversella 

7.  Kalherinenburg 

8.  Neudorf 

9.  Monroe,  Ct. 

10.  Bangle  M.,  K  C. 

11.  Llamuco,  Chili 

12.  Framont 


w 

Ca 

Si 

75-2.5 

18-70 

1-50 

1-25,        0-7 5  =  97 -45  Klaproth. 

80-42 

19-40 

 =99-82  Berzelius. 

78-00 

19  06 

2-00 

 =99-u6  Brandes  &  Bucholz. 

7t5-50 

16-60 

2-94 

1-50,  Ca  and  ^1  1-1  =98-54  Brandes  &B. 

SOIO*^ 

19-30 

tr.,  Al.  ]\Ig  tr.,  ign.  0  50  Himmelbach. 
 =  99-95  Bernouilli. 

80-70 

19-25 

78-41 

18-88 

 ,  Mg  0  65  =  97-94  Ch.    G.  =  6-07l. 

78-64 

21-56 

 =lu0-20  Rammelsberg.   G.  =  6-03 

76-05 

19-36 

2-54 

1-03,  Mn  0-31  =  99-29  Bowen. 

79-52 

19-31 

0-18,  §n  0-13,  Cu  0-08  =  99-22  Genth. 

7575 

18-05 

0-75 

 ,  Cu  3-30  =  97-85  Domeyko. 

80-35 

19-40 

 =99-75  Delesse. 

Trace  of  silica. 
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The  brothers  Elhuyart  obtained  (see  for  ref.  under  Wolfram)  W  68,  Ca  30,  ign.  2=rl00. 

Pyr.,  etc. — B.B.  in  the  forceps  fuses  at  5  to  a  semi-transparent  glass.  Soluble  with  borax  to 
a  transparent  glass,  which  afterward  becomes  opaque  and  crystalline.  "With  salt  of  phosphorua 
forms  a  glass,  colorless  in  outer  flame,  in  inner  green  when  hot,  and  fine  blue  cold;  varieties  con- 
taining iron  require  to  be  treated  oa  charcoal  with  tin  before  the  blue  color  appears.  In  muriatic 
or  nitric  acid  decomposed,  leaving  a  yellow  powder  soluble  in  ammonia. 

Obs. — Tungstate  of  lime  is  usually  associated  with  crystalhne  rocks,  and  is  commonly  found  in 
connectiou  with  tui  ore,  topaz,  fluorite,  apatite,  molybdenite,  or  wolfram,  in  quartz. 

Occurs  at  Schlackenwald  and  Ziunwald  in  Bohemia;  in  the  Riesengebirge ;  in  fine  crystals  at 
Caldbeck  Fell,  near  Keswick,  with  apatite,  molybdenite,  and  wolfram.  Also  at  Schellgaden  in 
Salzberg;  Neudorf  in  the  Harz;  Ehrenfriedersdorf  in  Saxony;  Posing  in  Hungary;  Traversella 
in  Piedmont,  in  fine  crystals,  sometimes  transparent;  Dalecarlia  and  Bitsberg  in  Sweden;  Fra- 
niont  in  the  Vosges,  with  pyrite  in  polished  crystals,  giving  Delesse  for  the  angles  of  octahedron 
1,  !00''  5'  and  130'  31',  G.  =  tt"05;  at  the  copper  mines  of  Llamuco,  near  Chuapa  in  Chili,  of  a 
reddish-gray  color,  mixed  with  green,  due  to  chrysocolla. 

In  the  United  States,  crystallized  and  massive  at  Lane's  Mine,  Monroe,  and  at  Huntington, 
Conn.,  with  wolfram,  pyrite,  rutile,  and  native  bismuth,  in  quartz;  at  Chesterfield,  Mass.,  in 
albite,  with  tourmahne;  in  the  Mammoth  mining  district,  Nevada;  at  Bangle  mine,  in  Cabanas 
Co..  N.  C. ;  and  Flowe  mine,  Mecklenburg  Co.,  some  crystals  at  the  latter  locahty  having  a  nucleus 
of  wolfram. 

Tungstic  acid  was  discovered  in  this  species  by  the  Swedish  chemist  Scheele,  in  1781.  Tlie 
word  tumi><ten,  first  used  by  Cronstedt,  is  Swedish  for  heavy  stone. 

Alt. — Occurs  altered  to  wolfram,  a  tungstate  of  iron  and  manganese,  by  the  action  of  a  solution 
of  bicarbonate  of  iron  and  manganese,  or  perhaps  mainly  through  sulphate  of  iron  arising  frora 
the  decomposition  of  pyrite.    Also  to  kaolinite  (at  Ehrenfriedersdorf ). 

615.  CUPROSCHBELITE.    J.  D.  Whitney,  Proc.  Cal.  Acad.,  iii.  287,  1866. 

Ciystalline-graniilar.    Cleavage  distinct  in  one  direction. 
H.=4-5  — 5.    Lustre  highly  vitreous.    Color  pistachio-green,  passing  to 
olive-  and  leek-green.    Streak  light  greenish-gray. 

Comp.— 0.  ratio  for  fi,  W=:l  :  3;  Cu  W  +  2  Ca  W=Tungstic  acid  78*43,  oxyd  of  copper  8-95, 
lime  1 2'0 2  =U)U.    Analysis:  Whitney  (1.  c): 

W  79-69       Cu  6-77       Fe  0-31       Ca  10-95       Hl-40  =  99'12. 

Pyr.,  etc. — In  the  closed  tube  blackens,  and  gives  off  water.  B.B.  fuses  on  the  edges  to  a 
black  glass,  and  colors  the  flame  an  intense  green.  On  charcoal  blackens,  fuses  with  a  little 
intumescence,  forming  finally  a  slag  containing  minute  particles  of  metallic  copper.  With  fluxes 
gives  tungstic  acid  and  copper  reactions.  Easily  soluble  in  muriatic  acid,  tungstic  acid  being 
separated 

Obs. — Occurs  in  the  vicinity  of  La  Paz,  Lower  California,  in  a  red  metamorphic  rock,  associated 
with  black  tourmaline. 

Domeyko  has  analyzed  a  mineral  from  Chili  containing  3 "3  p.  c.  of  oxyd  of  copper.  See  under 
SCHEELITE,  anal.  11. 

616.  STOLZITE.  Scheel-Bleispath  ^m^/i.,  Char.,  14,  1 820.  Tungstate  of  Lead.  Bleischeelat, 
Wolframbleierz,  Scheelsaures  Blei,  Germ.  Scheelitine  Beucl,  Tr.,  ii.  662,  1832.  Stolzit  Haid., 
Handb.,  504,  1845. 

Tetragonal.  6>  A  l-^=122°  33';  a=l-567.  Usual  forms  octahedral. 
Observed,  planes :  /,  1,     2,  1-i  ;  sometimes  hemihedral. 

0  A  i=:132°  4'     1  A  1,  p3T.,  =  99°  W     1-i  A       pyr.,  =  106°  50' 
0  A  1=114  17      1  A  1,  bas.,=131  25      1-i  A  1-i,  bas.,  =  114  54 
0  A  2=102  42      2  A  2,  pyr.,  =  92  46  2  A  2,  bas.,=154  36 

Crystals  often  indistinctly  aggregated.  Cleavage :  0  imperfect ;  1  still 
more  so. 

H.=2-75— 3.    G.=7-87— 8-13.   Lustre  resinous,  subadamantine.  Color 
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green,  vellowisli-gray,  brown,  and  red.  Streak  nncolored.  Faintly  trans- 
]  acent. 

Comp. — Ph  W— Tungstic  acid  51,  oxyd  of  lead  49  =  100.  Analyses:  1,  Lampadius  (Schw.  J., 
xxxi.  254);  2,  Kerndt  (J.'  pr.  Cli.,  xlii.  116): 

W  Ph  Ca       Fe,  Mq 

1.  Zinnwald  51-75        48-25     =  100  Lampadius. 

2.  "  (1)51-736       45-993       1'397       0471  Kerndt. 

Pyr.,  etc. — B.B.  decrepitates  and  fuses  at  2  to  a  crystalline,  lustrous,  metallic  pearl.  With 
soda  on  charcoal  yields  metallic  lead.  With  salt  of  phosphorus  sives  in  O.F.  a  colorless  glass, 
•which  in  R.F.  becomes  blue  on  coohng.  Decomposed  by  nitric  acid,  leaving  a  yeUow  residue  of 
tungstic  acid. 

Obs. — Stolzite  occurs  at  Zinnwald  in  Bohemia,  with  quartz  and  mica ;  at  Bleiberg  m  Carinthia, 
with  molybdate  of  lead;  in  Chili,  province  of  Coquimbo;  at  Southampton,  Mass. 

Tliis  species  was  first  made  known,  according  to  Breithaupt,  by  Dr.  Stolz,  of  Teplitz. 

617.  WULFENITE.  Plumbum  spatosum  flavo-rubnuii,  ex  Aimaberg  Austr.  v.  Born, 
Lithoph,  i.  90.  17  72.  Karntherischer  Bleispath  v.  Jacquin,  Miscell.  Austr.,  ii.  1781,  Vienna; 
WvJfen.  Abhandl.  K.  Bleisp.,  Wien,  1785.  fol.  Plomb  jaune  de  Lisle,  in.  387,  1783.  GTelbbleierz 
Wem.,  Bergm.  J.,  384,  1789.  Yellow  Lead-spar,  Molybdeuated  Lead  Ore,  Kirioan,  ii.  212,  1796. 
Plomb  molybdate  II.,  iii.  353,  1801.  Molybdate  of  Lead.  Molybdiinbleispath,  Bleimolybdat, 
Germ.    Mehnose  BevA,  ii.  664,  1832.    Wulfenit  Raid.,  Haudb.,  504,  1841. 

Tetragonal.  Sometimes  liemiliedral.  6>  A  1-?=:122°  26'  ;  «=l'5T-4. 
Observed  planes:  0;  sqnare  prismatic,  /.  i-i;  octagonal  prismatic,  i-o, 
i-f,       i-^;  octahedral,  y^^-,  f,  -j,  1,  f ;  -g-  -i,  hi,  i'^'-  modified 

square  tables  and  octahedrons. 

0  A  1  =  1U°  12'  1  A  1,  bas.,=131°  35'  f-^  A  |-^,  bas.,=92^  43' 

1  A  1,  pyr., =99  40    1-i  A       pjr.,=106  44  ^'^  A       bas.,  =  76  23 

497  498 


Cleavage :  1  very  smooth ;  0  and  -J-  much  less  disti 
massive,  coarse  or  line,  firmly  cohesive.  Often  hemi- 
hedral  in  the  octagonal  prisms,  producing  thus  tables 
like  f.  500,  and  octahedral  forms  having  the  pris- 
matic planes  siinilarly  oblique. 

H.  =  2-T5— 3.  G.  =  6-03  — T'Ol.  Lustre  resinous  or 
adamantine.  Color  wax-yellow,  passing  into  orange- 
yellow  ;  also  siskin-  and  olive-gi'een,  yellowish-gray, 
grayish-white,  brown ;  also  orange  to  bright  red. 


Also  granularly 


Przibram. 
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Streak  white.  Subtransparent — subtranslucent.  Fracture  siibconchoidal. 
Brittle. 

Var. — 1.  Ordinary.  Color  yellow.  2.  Yanadiferouft.  Color  orange  to  bright  red,  a  variety 
occurring  at  Plienixville,  Pa. 

Dauber  found  for  the  angle  1  A  1 ,  in  crystals  from  Bleiberg,  1 3 1  °  42 ' ;  fr.  Berggieshiibel,  1 3 1  °  47 ' ; 
fr.  Plienixville,  131°  50';  fr.  Zinnwald,  131°  57';  and  v.  Zepharovich.  for  crystals  fr.  Przibram, 
lyi"  43'  38 '.  The  last  corresponds  to  114°  8'  for  OA  1.  Descloizeaux  found  for  0  a  I  on  Ami 
oquia  crystal 8=114'  20',  and  1  A  1  =  181°  40'. 

Comp.-  i>b5io=Molybdic  acid  38-5,  oxyd  of  lead  61-5  =  100.  Analyses:  1,  Gobel  (Schw.  J. 
xxxvii.  71);  2,  Melling  (Rammelsberg  1st  Suppl.,  59);  3,  4,  Parry  and  J.  Brown  (Proc.  Phil.  Soc 
Glasgow,  April,  1847);  5,  C.  Bergemann  (Pogg.,  Ixxx.  4G0);  6,  7,  J.  L.  Smith  (Am.  J.  Sci.,  11.  xx 
245): 


Mo 

f>b 

1. 

Carmthia 

40-5 

59-0=99-5  Gobel. 

2. 

a 

40-29 

61-90=102-1^1  Melling. 

3. 

(( 

39-30 

60-35  =  99 -65  Parry. 

4. 

(( 

39-19 

60-23  =  99-42  Brown. 

5. 

Zacatecas 

37-65 

62-35  =  100  Bergemann. 

6. 

Phenixvihe,  yellow 

?8-68 

60-48  =  99-16  Smith.    G.  =  6-95. 

7. 

"  red 

37-47 

60-30,  V  1-28  =  99-05  Smith. 

A  molybdate  of  lead  from  Pamjolona,  S.  A.,  afforded  Boussingault  (Ann.  Ch.  Phys ,  xlv.  325) 
l»b  78-8,  Mc  10-0,  C  2-9,  H  CI  1-3,  PJ-:-;,  Cr  1-2,  Fe  1-7,  Al  2*2,  quartz  3-7  =  98-l.  He  considers 
it  a  basic  salt,  with  the  formula  I*b^Mo.  Klaproth,  who  made  the  first  complete  analysis,  obtained 
Mo  34-25,  f b  64-02  (Beitr..  ii.  275).  A  crystallized  wulfenite  from  Chili  gave  Domeyko  (Ann.  d. 
M.,  ly.  iii.  15)  Mo  4(5-12.  47-00,  Ca  0-88;  corresponding  to  2  l»bMo  +  CaMo.  The  red  color 
of  the  Phenixvihe  mineral  was  shown  to  be  due  to  vanadic  acid  by  Smith.  The  massive  wulfenite 
of  Garmisch  is  a  mixture  of  the  mineral  with  quartz,  carbonate  of  lead,  etc.  (Wiltstein  in  Viertel- 
jahrsschr.  pr.  Pharm.,  vii.  70). 

Pyr.,  etc. — B.B,  decrepitates  and  fuses  below  2;  with  borax  in  O.F.  gives  a  colorless  glass,  in 
R.F.  it  becomes  opaque  black  or  dirty  green  with  black  fiocks.  With  sail  of  phosphorus  in  O.F. 
gives  a  yehowish-green  glass,  which  in  R.F.  becomes  dark  green.  With  soda  on  charcoal  yields 
metalUc  lead.  Decomposed  on  evaporation  with  muriatic  acid,  with  the  formation  of  chlorid  of 
lead  and  molybdic  acid  ;  on  moistening  the  residue  with  water  and  adding  metallic  zinc,  it  gives 
an  intense  blue  color,  which  does  not  fade  on  dilution  of  the  liquid. 

Cbs. — This  species  occurs  in  veins  with  other  ores  of  lead.  Found  first  at  Bleiberg,  Schwar- 
zenbach,  and  Windisch-Kappel,  in  Carinthia;  also  at  Ruskitza  in  Austria;  at  Retzbanya  and 
Szaska  in  Hungary;  at  Przibram;  at  Moldawa  in  the  Bannat,  where  its  crystals  are  red,  and 
have  considerable  rosen)blance  to  chromate  of  lead ;  in  the  Kirghis  Steppes  in  Russia  ;  at  Anna- 
berg.  Schneeberg,  and  Johanngeorgenstadt  in  Saxony ;  at  Badenweiler  in  Baden ;  sparingly  at 
Chaianches,  Dept.  of  Isere,  in  France;  in  the  gold  sands  of  Rio  Chico  in  Antioquia,  Columbia, 
S.  A. ;  in  Lackentyre,  Kirkcudbrightshire,  Scotland. 

It  is  found  in  small  quantities  at  the  Southampton  lead  mine,  Mass. ;  in  fine  yellow  and  reddish 
orange  to  red  crystals  (fig  499,  and  also  in  thin  tables)  at  Wheatley's  mine,  near  Pheuixville,  Pa. ; 
at  the  Comstock  lode  in  Xevada ;  at  Empire  mine,  Inyo  Co.,  Cal. ;  in  the  Weaver  dist.,  Arizona. 

For  recent  papers  on  cryst.  see  Dauber,  Pogg.,  cvii.  267;  Descl.,  Ann.  Ch.  Phys.,  HI.  li.  448; 
V.  Zepharovich,  Ber.  Ak.  Wien,  hv.  278,  1866;  J.  L.  Smith,  Am.  J.  Sci.,  II.  xx.  245. 

618.  PATERAITE.    Paterait  Eaid.,  C.  v.  Hauer,  Jahrb.  G.  Reichs.,  vii.  196,  1856,  xiv.  303. 
Amorphous.    Color  black. 

Composition  Co  Mo.    Analysis  by  Laube  (1.  c,  xiv.  303) : 

Mo  30-0    Bi  2-0        16-6    Co  27'0    H  8-6    S  12-0,  insoL  3-8=100. 

The  first  examination  of  this  mineral  was  by  Patera,  and  was  only  qualitative.  He  found 
molybdic  acid,  silica,  bismuth,  iron,  cobalt,  and  sulphur.  Jokely  states  (Jahrb.  G.  Reichs.,  viii.  35) 
that  it  consists  principally  of  vanadic  and  molybdic  acids  and  cobalt.  Laube's  analysis  confirms 
Patera's  result.  The  mineral  is  so  intimately  mixed  with  pyrite  and  bismuthinite  that,  even  with 
th(3  greatest  care,  it  could  not  be  completely  separated.  Subtracting  the  bismuth,  iron,  and  sul- 
phur in  the  above  analysis,  molybdate  of  cobalt  remains,  which,  according  to  Laube,  is  the  true 
mineral 
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B.B.  in  the  closed  tube  gives  water,  a  sublimate  of  molybdic  acid,  and  vapors  of  sulphurous 
acid.  Ou  charcoal  melts  easily  to  a  black  bead,  giving  a  white  coating.  With  borax,  bead  green 
when  hot  (iron),  blue  when  cold  (cobalt).    Easily  soluble  in  acids. 

Discovered  by  Vogl,  in  the  Elias  mine,  Joachimsthal,  with  uranium  ores. 

ISTamed  from  A.  Patera,  who  first  examined  it. 


619.  DECHENITE.  C.  Bergemann,  Fogg..  Lsxx.  393,  1850.  Arseoxen  v.  Koh.,  J.  pr.  Ch.,  \. 
496,  1850.  Eusynchit  Fischer  &  Xessler,  Ber.  Ges.  Freiburg,  1854,  Jahrb.  Min.  1855,  570. 
?  Rhombischer  Vanadit  Z'2}j)e,  Ber.  Ak.  Wieu,  xliv.  1861  (see  under  Descloizite). 

Massive,  botiyoidal,  nodular,  stalactitic  ;  sometimes  traces  of  a  colmnnar 
structure. 

H.=3 — -i.  G.=:5'6  — 5*81.  Lustre  of  fresh  fracture  greasy.  Color  fine 
deep  red  to  yellowish-red  and  brownish-red ;  also  leather-yellow.  Streak 
orange-yellow  to  ochre-  and  pale  yellow. 

Var. — The  original  decheniie  was  from  Dahn,  near  Xieder  Schlettenbach,  in  the  Lauter  Valley, 
Rhenisli  Bavaria,  and  was  dull  red  to  yellowish-red  in  color,  botryoidal  in  surface,  with  G,=:5"81. 
ArcBoxene  is  from  the  same  locality,  and  is  like  dechenite  in  all  its  eliaracters,  except,  accord- 
ing to  Bergemann,  a  duller  reddish-ljrown  color,  which,  however,  is  not  distinctive. 

The  Ea-synchite  is  from  Freiburg  in  Brisgau,  yellowish-red  to  leather-yellow  in  color,  with  G.= 
5'5&6.  Ramm.,  and  H.  =3"5  ;  it  occurs  in  nodular  and  stalactitic  forms. 

Comp. — l*b  y,  or  Vimadate  of  lead,  according  to  the  older  analyses  ;  but  probably  in  all  cases 
vanadate  of  lead  and  zinc,  with  the  formula  (l*b,  5ln)  V. 

Analyses:  1-3,  C.  Bergemann  (L  c.) ;  4,  id.  (Jahrb.  Min.  1857,  897);  5,  v.  KobeU  (L  c.) ;  6, 
Fischer  &  Xessler  (1.  c.) ;  7,  8,  C.  Czudnowicz  (Pogg.,  cxx.  17);  9,  Ramm.  (J.  pr.  Ch.,  xci.  413): 


y 

Ph 

1.  Dahn,  Decheniie,  red 

47-16 

52-92 

2.  " 

46-10 

53-72 

3.      "          "  ywh. 

49-27 

50-57 

4.      "  A7-(soxene 

16-81 

5i-55 

5.  " 

48-7 

G.  Freiburg,  Eusynchite 
7. 

22-69 

55-70 

[2;b-55" 

56-47 

8.  " 

[19-17" 

53-91 

9.       "  " 

[24-22] 

57-66 

 =100-08  Bergemann. 

 =99-82  Bergemann. 

 =99  84  Bergemann. 

18-11,  Is  10-52,  ^1,  Pe  1-34,  P  i/-.  =  99-33  Berg. 
16-32  Kobell. 

 ,  Si  0-94,  y  20-49  =  99-82  F.  &  K 

16-78,  Si  3-20,  f  tr.  =  100  Czudn. 
21-41,  Si  5-51,  P  /r.  =  100  Czudn. 
15-80,  Cu  0-68.  P  1-14,  Is  0  5o=100  Ramm. 


The  fact  that  both  dechenite  and  eusynchite  contain  a  considerable  amount  of  oxyd  of  zmc  was 
shown  by  G.  J.  Brush  in  1857  (Am.  J.  Sci.,  II.  xxiv.  116),  and  the  identity  of  eusynchite  and 
araeoxene  with  dechenite  suggested.  Fischer  &  iSTessler's  method  of  determining  the  vanadic  acid 
was  incorrect  (Czudnowicz). 

Pyr.,  etc. — B.B.  fuses  easily  without  decrepitation  to  a  yellow  glass.  On  charcoal  in  R.F. 
gives  lead  globules  and  a  white  coating,  which,  treated  with  cobalt  solution,  becomes  green  (zinc). 
"With  salt  of  phosphorus  and  borax  gives  an  emerald-green  bead  in  R.F.,  becoming  yeUo wish-green 
to  yeUow  in  O.F.  Decomposed  by  hot  muriatic  acid,  yielding  an  emerald-green  solution.  This 
treated  with  alcohol,  boiled  and  decanted  from  the  separated  chlorid  of  lead,  yields,  after  evapora- 
tion, a  solution  which,  diluted  with  water,  has  an  azure-blue  color  (v.  Kobe'l). 

Obs.— Occurs  with  other  ores  of  lead. 

Discovered  at  Dahn  by  Dr.  Krantz. 

Named  after  the  German  geologist,  von  Dechen. 


620.  DESCLOIZITE.  A.  Damour,  Ann.  Ch.  Phys.,  IH.  xh.  72,  78, 1854.  Rhombischer  Yanadit 
Zippe,  Ber.  Ak.  Wien,  xliv.  L  197,  1861,  Tschermak,  ib.,  ii.  157. 

Orthorhombic.  I A  7=100°  28';  OA  l-fcl43°  W  ;  a  :  h  :  c=0-747  : 
1  :  1*2052.    Angles,  Descloizeaux : 
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i-l  A  22"  Q>'  l-l  A  1-2,  ov.  base,  =  91°42' 

l-i  A  1-1,  top.  =  116  25    1-2  A  l-i=:147  35 
1-2  A  1-2.  adj. ,==127  10     Oh  l-^=14:8  12^ 
1-2  A  1-2,  ov.  l-i,  =  115  10 

Cleavage  none.  Plane  1-2  brightest,  l-i  undulated  , 
^'-f  vertically  striated. 

lL  =  ?yb/  G.  =  5-839.  Lustre  bright.  Color 
black  to  olive-brown  ;  smallest  crystals  olive-gre^n, 
with  a  chatoyant  bronze  lustre  ;  by  transmitted 
light  along  the  edges  light  brown  inclining  to  red  ;  on  a  surface  of  fracture, 
colors  zoned  with  straw-yellow,  reddish-brown,  and  black  ;  nearly  clear  at 
middle  and  darkest  at  extremities  of  crystals. 

Comp.— tb- V=Yanadic  acid  29-3,  oxjd  of  lead  70-7  =  100.    Analyses:  Damour  (1.  c.) : 

Y        f»b      2.n     Cu     Fe      Mn     H       CI  Sand 
(1)  22-4:6    54-70    2-04    0-90    1-50    5-32    2-20    0-32    6-00  3-44=98-88. 

The  oxyds  of  manganese,  iron,  copper,  and  zinc  are  regarded  as  impurities. 

Pyr.,  etc. — In  the  closed  tube  gives  ^^ater.  E.B.  on  charcoal  fuses,  and  is  partially  reduced 
to  a  globule  of  metallic  lead  enveloped  in  a  black  scoria.  With  borax  in  R.F.  a  green  glass,  and 
with  nitre  in  O.F.  a  violet  color  due  to  manganese.  With  salt  of  phosphorus  in  R.F.  a  glass  of 
a  chrome-green  color,  which  is  orange-yellow  in  the  O.F.    Dissolves  in  cold  dilute  nitric  acid. 

Obs. — Occurs  in  small  crystals,  1  to  2  mm.  thick,  clustered  on  a  silieoous  and  ferruginous  gangue 
from  South  America,  and  associated  with  acicular  green  pyromorphite. 

Zippe's  vnnadite  (1.  c.)  is  referred  to  descloizite  by  A.  Schrauf  (Pogg.,  cxvi.  355,  1862).  The 
mineral  occurs  at  Kappel  in  Carinthia,  in  small  clove-brown  rhombic  octahedrons,  with  Gr.  =  5-83. 
Tschermak  obtained  in  his  analysis  (Ber.  Ak.  Wien,  xliv.  ii.  158)  V  45-7.  f*b  54-3  =  100  (with  no 
zinc,  although  looked  for),  and  referred  the  species  to  dechenite.  Graihch  &  Weiss  (Pogg.,  1.  c.) 
make  the  form  orthorhombic,  and  the  angles  1-2  A  1-2=125^  28'— •125''  56',  113'  15  —113^  35  , 
and  90"  8  —91°  ;s0'.  But  A.  lichrauf  finds  for  the  same  angles  126°  — 128',  114|°  — 115^,  9r  — 
92",  agreeing  closely  with  the  above  of  descloizite.  Schrauf  suggests  that  both  descloizite  and 
vanadite  are  dechenite ;  and  Tschermak  (Pogg  ,  cxvii.  849)  that  vanadite  and  dechenite  are  one 
species,  and  descloizite  an  altered  vanadite. 

Xamed  after  the  French  mineralogist  Descloizeaux. 

620A.  Vanadate  of  Lead,  from  Phenixville,  Pa.  A  thin  crystalline  crust  of  a  dark  purple, 
almost  black  color,  but  dark  hyacinth-red  by  transmitted  light,  and  of  a  dark  yellow  streak, 
occurs  covering  quartz,  ferruginous  clay,  and  v\"ulfenite,  at  Phenixville.  AYith  a  magnifying  glass 
it  appears  to  consist  of  minute  lenticular  crystals.  It  could  not  be  wholly  separated  from  the 
associated  wulfenite  and  other  impurities  for  analysis,  and  the  result  obtained  is  therefore  not 
wholly  satisfactory.  J.  L.  Smith  found  (Am.  J.  Sci.,  II.  xx.  247,  1S55):  V  ll-7(>.  Mo  20-14,  Ph 
55-0  ^"'Mn,  Al  5-9i»,'Ou  1  -13.  sand  2-21,  aq  2-94=99-03,  Subtracting  the  lead  required  by  the  molyb- 
dic  acid  to  make  wulfenite,  it  leaves  22-!52  p.  c.  for  the  1I'70  of  vanadic  acid ;  which  is  nearer  the 
composition  of  descloizite  than  that  of  dechenite. 

"621.  VANADINITE.  Plomb  brun,  Braunbleierz  of  Zimapan,  early  authors.  Chromate  de 
Plomb  brun  (from  Descotil's  smal.)  Brongn.,  Min.,  iL  204,  180Y.  Yanadinbleierz  G.  Rose,  Pogg., 
xxix.  455,  1833.  Yanadinit  v.  KoK,  Grundz.,  283,  1838.  Vanadate  of  Lead.  Yanadiuspath, 
Yanadinbleispath,  Yanadmsaures  Blei,  Germ.    Plomo  pardo  Dameyko. 

Hexagonal.  In  simple  hexagonal  prisms,  and  prisms  terminating  in 
planes  of  the  pvramids  1,  f,  1-2,  and  2-2  ;  1  A  1,  over  terminal  edge,  142'^ 
58',  0  A  1  =  140°  3-1',  /  A  1  =  130°.  Usually  in  implanted  globules  or  incrus- 
tations. 

H.=r2-T5-3.  G.  =  6-6623-T-23;  6-8S6,  Carinthia,  Ramm. ;  6-S63,Bere- 
sofj  Struve.    Lustre  of  surface  of  fracture  resinous.    Color  light  bvuwnish- 
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yellow,  straw-yellow,  reddish-brown.  Streak  white  or  yellowish.  Sub- 
translucent — opaque.    Fracture  uneven,  or  flat  conchoida'l.  Brittle. 

Comp.— tb'-*  V  +  i  Pb  Cl=Yanar3ate  of  lead  90-3,  chlorid  of  lead  9-7  =  loO.  Analyses  :  1,  Ber- 
zelius  (Schw.  J.,  Ixiii.  119);  2,  R.  D.  Thomson  (Thorns.  Mia.,  i.  574);  3,  Damoiir  (Aun.  d.  M.,  111. 
xi.  161);  4,  Rammelsberg  (Miu.  Ch.,  31G);  5,  6.  Struve  (Verh.  Min.  Ges.  St.  Petersb.,  1857  j : 


1.  Zimapan 

2.  Scotland 

3.  ? 

4.  Carinthia 

5.  Beresof 


V  ?b 
74-00 


Pb 


Ci 


28-44 

15-  86 
17-41 

16-  98 
14-54 


66-33 
63-73 
69-68 
71-73 
71-14 


25-33 
7-06  2-45 


6-6-i 

6-  52 

7-  18 
7-18 


2-26 
2-23 
2-46 
2-46 


 ,  Pe-H^O  67  =  100  Berz. 

 ,       and  Si  0-16=99-43  Thomson. 

 ,  2u6-35.  Cu  2-96,  H  3-80  =  101-60  D. 

0-95  =  96-79  Ptamra. 

3  08  =  101-43  Struve. 

2-79  =  98-11  Struve. 


Pyr.,  etc. — In  the  closed  tube  decrepitates  and  yields  a  famt  white  sublimate.  B.B.  fuses 
easily,  and  on  charcoal  to  a  black  lustrous  mass,  which  in  P.P.  yields  metaUic  lead  and  a  coating 
of  chlorid  of  lead;  after  completely  oxydizing  the  lead  in  O.P.  the  black  residue  gives  with  salt 
of  phosphorus  an  emerald-green  bead  in  R.F.,  which  becomes  light  yellow  m  O.P.  G-ives  the 
chlorine  reaction  with  the  copper  test.  Fused  with  3  parts  of  bisulphate  of  potash  forms  a  clear 
yellow  mass,  which  on  cooling  reddens,  becoming  finally  of  a  pomegranate-yellow  color.  Decom- 
posed by  muriatic  acid. 

If  nitric  acid  be  dropped  on  the  crystals  they  become  first  deep  red  from  the  separation  of 
vanadic  acid,  and  then  yeUow  upon  its  solution. 

Obs. — This  mineral  was  first  discovered  at  Zimapan  in  Mexico,  by  Del  Rio.  It  has  since  been 
obtained  among  some  of  the  old  workings  at  Waulockhead  in  Dumfriesshire,  where  it  occurs  in 
small  globular  masses,  sprinkled  over  calamine,  or  forming  thin  coatings  on  the  surface  of  that 
miueral,  and  also  in  hexagonal  crystals,  the  largest  not  more  than  ^  in.  across ;  also  at  Beresof  in 
the  Ural,  with  pyromorphite ;  and  near  Windisch  Kappel  in  Carinthia,  in  crystals,  the  angles 
as  above  given.  This  mineral  has  never  been  found  at  Wicklow,  Ireland,  although  so  reported  by 
Thomson  (Greg  and  Lettsom). 

Schabus  gives  for  the  forms  from  Windisch  Kappel  1 ;  1,  |;  /,  1,  2-2  ;  0,  Z  1,  f ;  0,  1, 
1-2.  The  basal  angle  of  pyramid  1  in  different  crystals  was  78°  46'— 78°  54'.  The  angles  are 
very  near  those  of  mimetice  and  pyromorphite,  the  basal  angle  in  the  former  being  79°  24'  — 80° 
4;-5  ;  and  in  pyromorphite  of  Bleistadt,  80'  40'  (Pogg.,  c.  297j. 

Kokscharof  regards  the  crystals  from  Beresof  as  pseudomorphs  after  pyromorphite;  and 
Struve  observes  that  the  crystals  contain  at  centre  a  portion  of  unaltered  pyromorphite  (Min. 
RussL,  iii.  44).  Del  Rio  discovered  this  species  at  Zimapan,  and  obtained  from  it.  in  1801,  80-72 
of  oxyd  of  lead,  and  14*8  of  a  new  metallic  acid,  the  basis  of  which  he  called  Erythro/iiura.  Tliis 
result  was  set  aside  by  himself  in  the  Ann.  des  Sci.  Nat,  de  Madrid,  Feb.  1804  (Ann.  d.  M..  iv. 
1819),  and  also  by  Descotils  in  the  Ann.  Ch.,  hii.  1805,  both  of  whom  made  the  acid  the  chromic, 
and  the  mineral  a  brown  chromate  of  lead.  The  metal  vanadium  was  not  discovered  by  Sefstrom 
until  1830,  and  then  in  iron  made  of  ore  from  Taberg,  Sweden;  and  in  the  same  year  Wohler 
showed  that  Del  Rio's  lead  ore  was  a  vanadate. 


622.  VOLBORTHITE.    Hess,  Bull  Ac.  St.  Pet,  iv.  1838,  and  J.  pr.  Ch.,  xiv.  52.  Knauffite. 
Vanadate  of  Copper.    Vanadinsaures  Kupfer. 

Hexao-onal.  In  small  six-sided  tables,  often  ao^<^reo;ated  in  o-lobular  forms. 
Cleavage :  in  one  direction  very  perfect. 

H.  =  3  — 3*5.  G.  =  3'55,  Credner.  Lustre  pearly  to  vitreous.  Color 
olive-green,  citron-yellow.  Streak  clear  yellowish-green,  nearly  yellow. 
Thin  splinters  translucent. 

Comp. — According  to  Hess  (1.  c.)  a  hydrous  vanadate  of  copper. 

Pyr.,  etc. — B.B.  on  charcoal  fuses  easily  to  a  black  bead,  which  in  the  inner  flame  becomes 
blackish-gray.  With  soda  on  charcoal  yields  copper;  with  borax  and  salt  of  phosphorus  reac- 
tions for  copper.  Fused  with  soda  in  the  platinum  spoon,  the  mass  yields  on  treatment  with 
water  a  solution  which,  acidulated  with  muriatic  acid  and  boUed,  g-ives  an  emerald-green  solu- 
tion, and  this  diluted  with  water  becomes  blue ;  v.  KobelL 

Obs. — From  Syssersk  and  Xiscliue  Tagilsk  in  the  Urals,  where  it  was  found  by  Dr.  A.  Volborth-, 
and  from  several  mines  of  the  Permian  formation  in  the  government  of  Perm,  especially  at  the 
Alexandroff  mine  in  the  Motowilich  District. 
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62 2 A.  Taxadate  of  Ltme  axd  Copper  (Kalk-Yolborthit).  Near  volborthite,  but  containing 
lime,  and  found  at  Friederichsrode  in  Thuringia.  There  are  two  varieties,  according  to  Credner 
(Pogg.,  Ixxiv.  546,  1S48);  (1)  a  green,  in  thin  tables,  cleaving  easily  in  one  direction,  greenish- 
yellow  in  streak,  pearly  in  lustre,  with  G-.  =  3-495;  (2)  a  gray,  fine  crystalline  granular,  brown- 
ish-yellow in  streak,  with  H.=3-5,  and  G.  =  3-8G0. 

Analyses  by  Credner  (1.  c): 

V        Ou      Ca       Mg    Mn  fi 

1.  Green  (|)  36-58     44-15    12-28    0-50    0-40    4-62,  gangue  0-10=98-63. 

2.  Light-green       [36-91]    38-90    17-40    0-87    0-53    4-62,      '■      0-77  =  100. 

5.  Gh-ay  39  02     38-27    16-65    0-92    0-52    5-05,      "  0-76=101-1? 

The  results  correspond  most  nearly  with  the  formula  (Cu,  Ca)*  V+aq.  The  ratio  of  Cu  to  Ca 
in  No.  1  is  about  5:2;  and  in  2  and  3,  3  :  2. 

623.  Chileite  Kenng.,  Mohs'sche  Min.,  28,  1853  (Vanadate  of  Lead  &  Copper  i)omq/^-c,  Ann. 
d.  M..  IV.  xii.  150,  1848  ;  Yanadinkupferbleierz).  This  ore  has  a  dark  brown  or  brownish  bluck 
color,  and  has  been  observed  only  in  an  earthy  state,  looking  much  like  a  ferruginous  clay  ci 
earth.  It  occurs  in  cavities  in  an  arseno-phosphate  of  lead  along  with  amorphous  carbonates  rf 
lead  and  copper.  B.B.  fuses  easily,  and  affords  a  black  pearl,  a  little  blebby;  gives  a  clear  gre^'" 
pearl  with  salt  of  phosphorus  or  borax,  and  a  globule  of  lead  containing  copper  on  charcoal.  In 
nitric  acid  easily  soluble. 

CoiiP. — i*b^  y  +  Cu^  Y.    Analyses  by  Domeyko  (1.  c.) : 

Y      Is      1p      Cu      I»b    PbCl   Ca   3Pe,^l    gi  S 

1.  13-5     4-6     0-6     14-6     54-9      0-3      0-5      3-5      I'D     2-70,  claj  1-0=97-2. 

2.  13-33    4-68    0-68    16-97    5r97    0-37    0-58    3-42    1-33    2-70,    "  1-52=97-55. 

Considering  the  arsenic  and  phosphoric  acids  as  combined  with  lead,  constituting  the  arseno 
phosphate  with  which  the  mineral  is  associated,  the  analysis  affords  very  closely  the  abov« 
formula. 

This  ore  occurs  at  the  silver  mine  called  Mina  Grande,  or  Mina  de  la  Marqueza,  in  Chili,  til 
recently  worked  for  copper  and  sUver. 

623A.  Vanadate  from  the  Lake  Superior  Copper  Region.  An  ore  similar  in  color  and  clayey 
appearance  to  Domeyko's  mineral,  has  been  announced  by  J.  E.  Teschemacher  among  specimens 
from  the  Cliff  Mine,  in  the  Lake  Superior  Copper  Region.  The  presence  of  vanadium  was  ascer- 
tained by  both  blowpipe  and  acid  tests.  The  color  is  a  dark  chocolate,  and  also  a  bright  yellow. 
The  exact  state  of  composition  of  the  vanadic  acid  is  doubtful.  There  is  no  oxyd  of  lead  in  the 
ore,  and  the  brown  variety  is  mixed  with  an  earthy  oxyd  of  iron;  when  carefully  separated  from 
the  gangue  it  was  found  to  contain  no  copper.    This  Min.,  531,  1850. 


6.  SULPHATES,  CHEOMATES,  TELLTJEATES. 

In  crystalline  form,  specific  gravity,  and  color,  the  Sulphates  vary  almost 
indefinitelj.  The  hardness  is  not  above  4.  The  Chromates  have  bright, 
deep  red,  and  green  to  brown  colors,  with  the  hardness  2*5  — 3*5.  Xo 
native  hydrous  chromates  are  known. 

The  compounds  of  sulpliates  and  carbonates,  or  sulphato-carbonate?, 
have  the  crystallization  of  the  sulphates,  the  carbonic  acid  being  wholly 
subordinated,  as  regards  the  form  produced,  to  the  sulphuric,  the  more 
powerful  acid.  Thus  leadhillite  is  homoeomorphous  with  anglesite,  celes- 
tine,  etc.,  susannite  with  dreelite,  and  lanarlcite  with  glauberite ;  and  these 
species  are  accordingly  here  included. 


General  Pyrognostic  Characters  of  the  Sulphates.  The  sulphates  of  the  alkalies,  the  alkaline  earths, 
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and  oxyd  of  lead,  are  not  decomposed  by  heating  in  the  matrass  or  closed  tube ;  other  sulphates, 
such  as  those  of  protoxyd  of  iron,  manganese,  etc.,  are  partially  decomposed  with  the  evolution 
of  sulphurous  and  sulphuric  acids.  On  charcoal  the  sulphates  of  the  alkalies  and  alkaline  earths 
are  in  R.P.  reduced  to  sulphids,  which,  moistened  with  dilute  muriatic  acid,  evolve  sulphuretted 
hydrogen;  the  other  sulphates  thus  treated  give  off  sulphurous  acid,  and  leave  earths  or  metallic 
oxyds,  or  metals  or  metalhc  sulphids,  and  sometimes,  where  the  metal  is  volatile,  coat  the  coal 
with  oxyd.  All  non-volatile  sulphates  when  fused  with  soda  or  neutral  oxalate  of  potash  on 
charcoal  yield  a  hepatic  mass,  which  is  more  or  less  absorbed  by  the  coal ;  when  this  is  removed, 
and  placed  on  a  bright  clean  surface  of  silver  with  a  drop  or  two  of  water,  it  stains  the  metal  yel- 
lowish-brown to  black  from  the  formation  of  sulphid  of  silver;  treated  with  muriatic  acid  the 
fused  mass  evolves  sulphuretted  hydrogen.  In  soluble  minerals  the  sulphuric  acid  may  be  readily 
detected  on  adding  to  the  solution  a  few  drops  of  soluble  baryta  salt,  which  produces  a  white 
precipitate,  insoluble  in  acids  and  in  ammonia. 


I.  ANHYDROUS. 


ARRANaEMENT  OP  THE  SPECIES. 
1.  Oxygen  ratio  letween  bases  and  acid  1  :  3. 
I.  SULPHATITE  aROUP. 
625.  SULPHATITB  HS  SOiiOalHs 


II.  OELESTITE  GROUP.    Orthorhombic ;  /A /=100°-10o°. 


626.  ?TAYLOmTE 

627.  Aphthitalite 

628.  MiSENITE 

629.  Thenardite 

630.  Barite 

631.  Celestite 

632.  Anhydrite 

633.  Anglesite 

634.  ?ZlNKOSITB 

635.  Leadhillite 


(tK  +  ^NH^O)S 
KS 

NaS 
Ba'S 
SrS 
CaS 
tbS 
ZnS 

tbS+3i>bC! 


Se.||e.||(fK.  +  iAm.) 

sesiie^iiKa 
se^llo^iKiK^+iH^) 
so^lie^iiNaa 
seaiie^iiBa 

Se^iOsiSr 

so^iie.ijea 
so^lie^iPb 

SOo||02|!Zn 


III.  CALEDONITE  GROUP.  Orthorhombic;  /A  J^about  95°. 
636.  Caledonite  ?  tb  S+(tb,  Cu)  0 

IV.  DREELITE  GROUP.    Rhombohedral ;  i?  A  i?=92°— 94°. 


63*7.  Dreelite 

638.  Susannite 

639.  connellite 


(f  Ba  +  iOa)S 
i»bS  +  3tbC 
?  S,  Cu,  01 


SOalie^KfBa+iea) 

sOaieaiPb+s  [oeieaiFb] 


V.  GLAUBERITE  GROUP.    Monoclinic;  /A /=83°— 86°. 


640.  Glaubeeite 

641.  Lanarkite 


(iNa+iOa)S 
i*bS+i>bC 


se2ie2i(iNa2+iea) 
se,ie2|Pb+[€0|e2flPbi 


614:  OXYGE^s^  COMPOUNDS. 

YI.  CROCOITE  GROUP.    Contain  chromic  acid.  Monoclinic. 
642.  Crocoite  fbCr  erOilOoljPb 


2.  Oxygen  ratio  between  bases  and  acid  1  :  2. 
I.  Contain  chromic  acid  and  protoxyd  bases. 


643.  Phcexiccchroite 

644.  Vauquelinite 

645.  jossaite 


W  Cr^ 

(ftb+iCuf  Cr^ 


eraOslOeiPb, 
^r^OaiOeK^Pb+ieu), 


II.  Contain  sesquioxyd  bases. 


646.  Pettkoitb 

647.  Alumian 


(iFe^+|3Pe)S'' 


S^OsiOeKiFe+f/JFe), 
§2  BslOep^s 


625.  SULPHATITE.    Sulphuric  Acid.    Schwefelsaure  Germ.    Sulphatite  Dana. 
Liquid.    G.=1'85.    Colorless.    Odor  pungent.    Taste  intensely  acid. 

Comp.— H  S  =  Sulphuric  acid  81-6,  and  water  1 8-4=100. 

Obs. — This  acid,  in  a  dilute  state,  has  been  found  in  the  neighborhood  of  several  volcanoes. 
It  occurs  near  Sienna,  in  the  cavities  of  the  small  volcanic  mountain  named  Zocolino,  and  in  a 
cavern  near  Aix,  in  Savoj.  Water  strong  with  sulphuric  acid  occurs  at  Alabama,  Genesee  Co., 
N.  T. ;  also  at  Tuscarora,  near  Brantford ;  at  Chippewa,  Niagara,  and  at  St.  David's,  Canada 
West.  The  first  afforded  W.  J.  Craw  and  H.  Erni  for  1000  parts  of  water  (Am.  J.  Sci.,  II.  ix. 
449),  and  the  Tuscarora  water,  T.  S.  Hunt  (Rep.  G.  Can.,  150,  1847,  545,  1S63): 

PreeS  PeS  ^IS^     6a  S  MgS  KS  NaS       Si  NaCl 

1.  2-0122  0-4356  0-3702  1-1065  0-4592  0-1061  0-1196  0-0656   =4-6750  Erni. 

2.  2-0070  0-4266  0-3232  1-1161  0-5305  0-0822  0-0945  0-0363  0-0684=4-6848  Craw. 
8.     4-2895"  0-3638  0-4681  0-7752  0-1539  0-0608  0-0502    P  ^r.  =  6-1615  Hunt. 

*  SO^  HO. 

The  water  for  Hunt's  analysis  was  taken  in  October,  1 847 ;  another  portion  taken  in  April, 
lS4t),  afforded  Croft  2-9069  of  sulphuric  acid,  with  the  bases  in  quite  difterent  proportions. 

The  specific  gravity  of  the  Alabama  water  is  r00482  at  15°  C,  Erni;  of  that  of  Tuscaroia 
1-0(1558. 

Sulphuric  acid  results  from  the  oxydation  of  sulphuretted  hydrogen. 
Paramo  de  Ruiz  in  New  Granada,  and  Rio  Yinagre,  are  volcanic  locahties. 


626.  TAYLORITE.    Sulphate  of  Potash  and  Ammonia  W.  J.  Taylor,  Proc.  Ac.  N.  ScLPhilad.* 

309,  1859. 

In  small  compact  lumps  or  concretions ;  structm-e  crystalline. 
H.=:2.    Color  yellowish-white.    Taste  pmigent  and  bitter.  Unalterable 
in  the  air. 

Comp.— (f  K  0  +  i  N  H*  0)  S  0^= Sulphuric  acid  47-8,  potash  47-0,  ammonia  5-2  =  100.  Anal 
lyses:  W.  J.  Taylor  (1.  c): 

S  Na         K  NH^O 

1.  48-40       1-68       43-45       5  37,  org.  matter  ir.  =  dS'90. 

2.  48-30  46-49  5-10,   "       "  tr.=dd-S9. 
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Pyr.,  etc. — B.B.  on  platinum  foil  blackens  and  fuses  with  difficulty,  leaving  a  white  bead, 
which  is  soluble  in  water  and  tastes  a  little  saline  and  bitter.  Heated  in  a  platinum  crucible 
becomes  first  black  and  then  snow-white,  not  fusing  at  a  high  heat  (Taylor). 

Obs, — From  the  guano  beds  of  the  Chiucha  Islands. 

An  artificial  sulphate  of  potash  and  alumina  is  described  by  Link  as  early  as  1796,  in  Crell'c 
Annalen,  i.  2d. 

627.  APHTHITALITE.  Vesuvian  Salt  Sniithsoa,  Phil.  Trans.  R.  Soc,  1813.  Aphthalose 
Beud.^  Tr.,  ii.  477,  1832.  Aphthitahte,  SJiepard,  Miu.,  i.  36,  1835.  Arcanite  Ilaid.,  Ilandb., 
492,  1845.  Glaserite  Eaus/n.,  Handb.,  1847.  Sulphate  of  Potash.  Schwefelsaures  Kali, 
Kahsulphat,  Germ.    Potasse  sulfatee  Fr. 

Orthorliombic.  /A  7=104:°  52^  0  A  1-«  =  119°  46';  a  :  h  :  c=l-749  : 
1  :  1'3.  Observed  planes :  0,  l-l,  ^-z,-  i-i,  l-l,  J--^,  i-l,  1,  2-2.  O  A  — 
149°  46',  0  A  i-z=il46°  4',  \-%  A  l-l,  basal,  =  12U°  29',  l-l  A  14,  id.,  =  i06° 
46',  ^-l  a'-1-z,  id.,  =  60^  28',  i-i  A  i-t=67°  52'.  Occurs  iu  thin  tables,  and  in 
blades  made  up  of  aggregated  crystals ;  'also  massive,  or  imperfectly  mam- 
millary,  and  in  crusts. 

H.  =  3  —  3 '5.  G.  =  1*731.  Lustre  vitreous,  inclined  to  resinous.  Color 
white,  sometimes  tinged  with  blue  or  green.  Transparent  to  translucent, 
or  opaque.    Ta^te  saline  and  bitter,  disagreeable.     Unalterable  in  the  air. 

Comp. — K  S=Potash  54-1,  sulphuric  acid  45'9  =  1(  0.  A  specimen  from  Vesuvius  contained 
Sulphate  of  potash  7 1*4,  sulphate  of  soda  18-6,  chlorid  of  sodium  4*6,  chlorid  of  ammonium,  copper, 
and  iron  5-4=  lno  (Phil.  Trans.,  1^13).  ^ 

Pyr.,  etc. — Fuses  before  the  blowpipe  without  intumescence.    Soluble  iu  water. 

Obs. — Found  at  Vesuvius,  upon  lava,  in  delicate  crystallizations,  and  also  in  masses  an  inch  or 
more  in  thickness. 

Xamed  onldhalose  by  Beudaut,  in  18o-i,  from  abBiroi.  unalterable,  and  aXc,  salt;  and  changed,  by 
Shepard.  to  the  less  incorrect  form  from  these  Greek  words,  aphtldtalite.  Glastriie  v>t.s  used  m  the 
last  edition  of  this  work,  a  name  given  by  Hausuianu  in  1847,  after  the  chemist  Clu-i.-toph  Grlaser 
(It5ii4),  the  salt  having  been  early  caUed  Sal pohjchrtsi'i.ui  Gkiseri  But  if  aphthitahte  i^  rejected, 
Arcanite  of  Haidinger  (derived  from  one  of  its  alchemistic  names.  Arcanum  dujjlicatu/n)  comes  next 
in  order  of  priority. 

628.  MISENITE.    A.  ScaccM,  Mem.  G.  sulla  Campania,  98,  1849. 

In  silky  fibres  of  a  white  color.    Soluble  ;  taste  acid  and  bitter. 

Comp. — K  S+H  S.    Analysis  by  Scacchi  (1.  c,  J.  pr.  Ch.,  Iv.  54) : 

S  56-93  K  36-57  ^1  O'SS  H  6-12  =  100. 

Pyr.,  etc. — Fuses  easily  in  the  flame  of  a  spirit  lamp,  imparting  a  violet  color  to  it.  Soluble 
in  water. 

Obs. — Occurs  in  a  hot  tufa  cavern,  near  Misene. 

629.  THENARDITE.    J.  L.  Casaseca,  Ann.  Ch.  Phys.,  xxxii.  808,  18-26.   Anhydrous  Sulphate 
of  Soda.    Pyrotechnite  Scacchi,  Mem.  Incend.  Vesuv.  Xapoh,  1855, 

Orthorhombic.  Za  7=103°  26',  0  A  1-1=120°  36',  Hausmann;  a\l  :c 
=  1-6905  :  1  :  1'26T,  O  A  l-z=126°  51',  l-i  A  l-i,  top,  =  T3°  42',  basal=106° 
18',  1  A  1  =  135°  41',  123°  43',  74°  18'.    Cleavage:  basal,  nearly  perfect. 

H.  =  2  — 3.  G.  =  2*55,  Streng ;  2'T3,  Casaseca.  Lustre  vitreous.  Color 
white  to  brown.  Translucent. 

Comp. — ya  S=Soda  56-3.  sulphuric  acid  43-7  =  100  Analvses  :  1,  Casaseca  (L  c.) ;  2,  A.  Dick 
(Phil.  Mag.,  IV.  V.  373j;  3,  Streng  (Jahrb.  Min.  1863,  566) : 
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Xa 


K 


H 


CI 

— •,  Xa  C  0-22  =  100  Casaseca. 

 ,  insol.  2-19  =  99-6T  Dick. 

0  01,  insol.  3-39=  100-29  Streng. 


1.  Espartinaa 

2.  Tarapaca 

3.  P Olivia 


55-11 
04-31 


99-78 


42-37 
41  52 


0-46 


0-60 


Pyr.j  etc. — Colors  the  blowpipe  flame  deep  yellow.    Wholly  soluble  ia  water. 

Obs. — Occurs  in  Spain,  at  Espartinas,  5  leagues  from  Madrid  and  2i  from  Aranjuez.  The 
water  exudes  during  winter  from  the  bottom  of  a  basin,  and  becoming  concentrated  in  the  sum- 
mer season,  deposits  crystals  of  thenardite.  Also  in  nitre  plains  of  Bolivia;  at  Tarapaca,  with 
glauberite  and  ulexite,  the  crystals  of  which  locality  give  some  of  the  angles  nearly  of  trona, 
according  to  H.  J.  Brooke  (1.  c).  Also  on  the  scoria  of  Yesuvius  { jyyrotechniie)  of  the  eruption  of 
1855;  on  solution  and  evaporation,  octahedral  crystals  were  obtained  by  Scacchi  having  the 
planes  I,  1,  3-S,  with  I A  /=1]8°  37',  l-i  A  l-l  over  base,  =  128'  58',  1  A  1,  basal,  =  135°  21', 
pyramidal,  =  123°  39',  74°  36',  3-3  A  3-3,  basal,  =  153°  41'.  pyramidal,  6:^°  48',  123°  2'. 

Kayser  has  analyzed  an  acicular  saline  efflorescence  from  a  mine  near  Clausthal,  and  obtained 
(B.  H.  Ztg.,  xviii.  1859,  No.  18)  Xa  S  91-95-3,  Mg  S  1-6-4-0,  Fe  S  0-2,  Ca  S  r6-l-8,  with  H 
1-1-8. 

630.  BARITE.  Lapis  Bononiensif^,  Litheosphorus,  F.  Licetus,  Utini,  1640;  ife^/'ze?,  in  Misc. 
Ac.  N.  Cur.,  1673,  1674,  and  Lap.  Bon.  in  obscuro  lucens,  1675.  (1)  Lysesten,  Bononiensisksten, 
Gypsum  irregulare,  lameUosum,  etc..  Wall.,  Min.,  56,  1747;  (2)  M armor  metaUicum,  Spatum 
tessulare  (G-.=4-266),  id.,  58,  1747.  (1)  Gypsum  spatosum  pt.,  Marmor  metalhcum,  Spatum 
Bononiense  (G.=4-5),  Tungspat,  Cronst,  Min.,  21,  1758;  (2)  Terra  calcarea  phlogisto  et  acido 
vitrioli  mixta,  Leswersteu,  Lapis  hepaticus,  id.,  25,  1758.  Gypsum  ponderosum  v.  Born., 
Lithoph ,  i.  14,  1772.  Spatli  pesant  ou  seleniteux  de  Lisle,  Crist.,  1772,  with  figs. ;  ib.,  1783. 
Heavy  Spar;  Bolognian  Spar;  Cauk,  Calk,  Cawk,  Derhysh.  Miners,  Withering,  PhiL  Tr.,  1784. 
Schwerspath  Wern.,  etc.  Spatlium  ponderosum = Terra  ponderosa  vitriolata  Bergm.,  Sciagr., 
1782.  Sulphate  of  Baryta.  Baryte  sulfatee  i^r.  Schwefelsaures  Baryte  G^erm.  Stangenspath 
Wem.  Strahlbaryt.  Baroselenite  Kino.,  Min.,  i.  136,  1794.  Barytite  Delameth.,  T.  T.,  ii.  8, 
1797.  Baryt  KarsL,  Tab.,  38,  75,  180u.  Baryte  H.,  Tr.,  ii.  1801.  Barytine  Be>jid.,  Tr.,  44). 
1824.  Barytes. 

Hepatit  Karst,  Tab.,  38,  75,  1800;=Lapis  hepaticus  Cronst,  v.  supra  ;=Terr.  pond.  vit. 
petroleo  imbuta  5err//n.,  Sciagr.,  1782  ;=Leberstein  pt.  (?erm.  ;=Fetid  Heavy  Spar.  Allomor- 
phit  Breitli.,  J.  pr.  Ch.,  xv.  322,  1838.  Calstronbarite  Sliep.,  Am.  J.  Sci.,  xxxiv.  161,  18o8. 
Barytocolestin  v.  Waltersh.,  Pogg.,  xciv.  137,  1855. 


Orthorhombic.  I^  7=101°  40',  0  A  1-^=121°  50' ;  «  :  ^  :  c=l;610J  : 
1  :  1*2276.    Observed  planes:  6^;  vertical,  /,  i-l.,  ^'-2,  ^-4,  ^'-f, 

i-l ;  maeroclpraes,  ^-i,  J-i,  -J-z,       l-^,  f-I ;  brachydomes,  ^-l,  ^-i, 

l-l ;  octahedrons,  i  i  J,  i      f ,  1 ;  1-2,  |-3 ;  i-2,  1-2,  fs. 


505 


6>  A  1-1:=  158°  4' 
0/.i-l=Ul  8 
0  A  l-i=121  50 
6>  A  1-3  =  111  36 
OA  ^=152  33 
6>  Ai=133  54 
6>  Ai=145  IT 
0  A  1  =  115  42 
0  A  i-^=146  43 
6>  A  1-^=127  18 
0  A  i-l  or  i-i=dO 


1  A  1,  mac.,  =  110°  38' 
1  A  1,  brae,  =  91  22 
1  A  1,  bas.,  =  128  36 
i-2  A  ^-2  =  135  40 


A 


E 


Crystals  usually  tabular,  as  in  figures  ;  sometimes 


i-i  A  i-l,  top, =102, 17 
l-i  A  14,   "  =63  40 
yiA^l,   "  =113  26 
1-^  A         "  =  74  36 
U  A  1=129  10 


^-^Af-2  =  148  27 
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prismatic  in  tlie  direction  of  the  vertical  axis  (f.  507).  Cleavage  :  basal  rather 
perfect ;  /  somewhat  less  so  ;  i-i  imperfect.  Twins  :  plane  of  composition 
i-l^  the  compound  character  being  apparent  in  the  striae  of  the  plane  O. 
Also  in  glol3ular  forms,  fibrous  or  lamellar,  crested  ;  coarst^ly  laminated, 
laminjB  convergent  and  often  curved ;  also  g]*anular ;  colors  sometimes 
banded  as  in  stalagmite. 

507 


Cheshire.  Yirgiuia. 


H.-=2-5-3-5.  G.=4-3— 4-72  ;  4-4864,  G.  Eose,  a  pure  colorless  crystal. 
Lustre  vitreous,  inclining  to  resinous  ;  sometimes  pearlv.  Streak  white. 
Color  white ;  also  inclining  to  yellow,  gray,  blue,  red,  or  brown,  dark 
brown.  Transparent  to  translucent — opaque.  Sometimes  fetid,  when 
rubbed.    Optic-axial  plane  brachydiagonal. 

Var. — ].  Ordinary,  (a)  Crystals  usually  broad  or  stout;  sometimes  very  large,  weighing  InO 
lbs.;  sometimes  in  slender  needles.  Dauber,  after  careful  measurements,  made  I A  7=101"  40',  and 
0  \  |-I=141'  6',  varying  but  two  minutes  in  the  latter  from  former  measurements  (Pogg..  cviii. 
440).  (b)  Crested;  massive  aggregations  of  tabular  crystals,  the  crystals  projecting  at  surface  ibto 
crest-hke  forms,  (c)  Columnar ;  the  columns  often  coarse  {Stangenspath)  and  loosely  aggregated, 
and  either  radiated  {strahlharyt)  or  parallel ;  rarely  fine  fibrous.  Werner's  stangenspath  was  from 
Freiberg,  [d)  In  globular  or  nodular  concretions,  subfibrous  or  columnar  within.  Bologna  Si  one 
is  here  included^  being  radiated,  globular,  often  reddish-gray  in  color.  It  is  from  a  bed  of  clay  iu 
Mt.  Paterno.  near  Bologna,  and  was  early  a  source  of  wonder  because  of  the  phosphorescence  it 
exhibited^ after  heating  with  charcoal.  '"Bologna  phosphorus"  was  made  from  it  in  tlie  form  of 
sticks,  by  powdering  the  mineral  and  uniting  it  again  ^\-ith  gum.  (et  Lamellar,  either  [  i)  straight 
or  ())  curved ;  the  latter  sometimes  as  aggregations  of  curved  scale-like  plates  ^the  kruraschaligef 
Schiverspath  of  V,'evneT).  (/)  Granular.  (^)  Compact  or  cryptocr3-staliine.  Earthy.  Sta- 
lactitic  and  stalagmitic :  similar  in  structure  and  origin  to  calcareous  stalactites  and  stalagmites. 

2.  Fetid;  so  called  from  the  odor  given  off  when  struck,  which  odor  is  due  to  carbonaceous 
matters  present.    (Anal.  6-8.) 

3  Alloraoiplnte  Breith. ;  a  kind  having  the  form  and  cleavage  of  anhydrite,  and  found  at  Unter- 
wirbach,  near  Rudolstadt,  in  Schwarzenburg ;  Gr. =4-36— 4-48.  Probably  pseudomorphous  ;  Breit- 
haupt  regards  it  as  a  case  of  dimorphism. 

4.  Calc'treobarite  Thomson  (Mm.,  i.  1(»5)  is  a  white  barite  from  Strontian  in  Argyieshire.  con- 
taining, probably  as  mixture,  6'6  p.  c.  of  lime,  and  some  sihca  and  alumina.  He  found  is  35-23,  '^3, 
48-95,"  Sr  0-79,  Ca  6-.-.0.  Fe  0-45,  Si  4-14,  Al  3--1 6,  moisture  0-57  =  100-19  ;  G. =4  1907.  Apart 
of  the  krurnschaliger  Schwerspjath  of  Werner — specimens  from  Freiberg — is  referred  here  by 
Breithaupt,  who  gives  for  /  a  /  lOP  53  ,  and  G-.=4-0i— 4-29. 

5.  Ce'estobarite ;  the  spar  containing  much  sulphate  of  strontian.  as  that  of  Binnen  valley, 
Switzerland  (anal.  2),  to  which  von  Waltershausen  applied  the  name  banjto-celestine.  and  also  that 
of  anal.  3,  4.  The  angles  of  the  Binnen  spar,  according  to  Hugard,  are  intermediate  between  those 
of  barite  and  celestite 

6.  Ca'stronbariie,  from  Schoharie.  X.  T.,  has  the  aspect  of  a  mere  mixture.  Shepard  made  it  a 
compound  d.  c.)  of  carbonates  of  strontia  (22'3i>)  and  lime  (12-15;,  with  65  55  p.  c.  of  sulphate  of 
baryta,  and  says  it  is  partly  soluble  in  rauriatic-acid  iciih  effervescence.  YonHauer  found  a  specimen 
from  Schoharie  labeUed  calstronbarite  to  consist  of  sulphates  alone. 

Cairk  is  the  ordinary  barite  of  the  Derbyi^hire  lead  mines.  Withering,  who  first  analyzed  it 
(Phil.  Trans.,  Ixxiv.  293,  1784).  describes  it  as  occurring  in  roundish  forms,  consisting  of  rhora- 
boidal  laminae  confusedly  aggregated  and  white  or  reddish  in  color,  with  G.  -=4*33u;  and  a  second 
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variety  as  radiated  fibrous,  somewhat  silky  in  lustre,  and  at  times  concentric  in  structure,  yellow- 
ish-white, and  opaque,  with  G.=4-00.  Greg  &  Lettsom  (1858)  confine  the  term  to  an  opaque 
earthy  variety  of  the  Derbyshire  lead  mines. 

The  barite  of  Muszar,  Hungary,  and  of  Betler,  near  Eosenau,  was  early  called  Wolnyn.    It  is 
common  barite,  in  crystals,  usually  oblong  in  the  direction  of  the  vertical  a-xis,  and  generally  with 
i-l  and  0  large,  and  also  i-2  large,    A.  Schrauf  mentions  the  following  as  other  occurring  planes 
O.  4-1.  1-/",  M,  ^-F,  8-i,  2-?,  l-'I,  1,  2,  1-2,  2-2,  3-3,  4-4  (Ber.  Ak.  A\  ien,  xxxix.  286).  LeoLhard 
says  that  at  Muszar  it  occurs  in  the  cavities  of  alumstoue. 

Comp.— is  =  Sulphuric  acid  34-3,  baryta  G5-7.  Sulphate  of  strontian  and  silica  are  often  pres- 
ent, and  sometimes  sulphate  of  lime,  clay,  bituminous  cr  carbonaceous  substances  Analyses:  1, 
Stromeyer  (Unters.,  222);  2,  Waltershausen  (Pogg.,  xciv.  133);  3,  Rammelsberg  (Min.  Ch.,  259); 
4,  Jordan  (Schw.  J,,  Ivii.  358);  o,  Heidingsfeld  (Ramm.  5th  SuppL,  207  j;  6,  7,  John  (Unters.,  ii. 
73,  69);  8,  Klajiroth  (Beitr.,  v.  121): 


]5aS     SrS    CaS    Fe    §i,  ^1  C,  Bit.  fi 


1.  Xuttield,  cnjst. 

2.  B  inn  en,  " 

3.  Gorzig.      "  hnh. 

4.  Clausthal,  fol. 

5.  Caistroiibaryief 

6.  Kongsberg,  Hepatite 

7.  Andrarum,  " 


99-37 
87-79 
^3•48 
86-00 
83-10 


9-07 
15-12 

6-  75 

7-  10 


  0-12  =99  49  Stromeyer. 

  2-S3  =98-15  Waltershausen. 

  0-25  0-89  =99-74  Rammelsberg. 

  5-75    0-3T  =  98-87  Jordan. 

6-12    1-83    =99-74  Heidingsfeld. 


93-55 
92-75 
85-25 


3-58    0-87  2-0t»  John. 

2-00    1-50    2-nO    125  John. 

6-00    5-uO  Al  1-00    0-50    2-25  (loss  inch)  Klaproth. 


G.  of  anal.  2  =  3-977  ;  4,  4-4888. 

In  pure  colorless  crystals  from  Silbach,  of  G.=4-4864  (Rose),  Rammelsberg  found  no  impurities 
except  a  trace  of  strontian  (Min.  Ch.,  259).  Freicsleben  found  8  p.  c.  of  silica  in  a  variety  from 
Nassau. 

AllomorpMte,  according  to  Gerngross,  contains  1  -9  p.  c  of  sulphate  of  hme  as  impurity,  but  von 
Hauer  found  none  (Jahrb.  G.  Reichs.,  1853,  152). 

Pyr.,  etc. — B.B.  decrepitates  and  fuses  at  3,  coloring  the  flame  yellowish-green ;  the  fused 
mass  reacts  alkaline  with  test  paper.  On  charcoal  reduced  to  a  sulphid,  "With  soda  gives  at 
first  a  clear  pearl,  but  on  continued  blowing  yields  a  hepatic  mass,  which  spreads  out  and  soaks 
into  the  coal.  If  a  portion  of  this  mass  be  removed,  placed  on  a  clean  silver  surface,  and  mois- 
tened, it  gives  a  black  spot  of  sulphid  of  silver.  Should  the  barite  contain  sulphate  of  lime,  this 
will  not  be  absorbed  by  the  coal  when  treated  in  powder. with  soda.    Insoluble  in  acids 

Obs. — Occurs  commonly  in  connection  with  beds  or  veins  of  metallic  ores,  as  part  of  the  gangue 
of  the  ore.  It  is  met  with  in  secondary  limestones,  sometimes  forming  distinct  veins,  and  often 
in  crystals  along  with  calcite  and  celestite. 

At  Duftou,  in  Westmoreland,  England,  large  transparent  crystals  occur,  sometimes  of  gigantic 
dimensions;  some  were  found  lying  in  the  mud  at  the  bottom  of  a  cavern,  and  one  weighed  lOij 
lbs.  Other  English  localities  exist  m  Cornwall,  near  Liskeard,  etc.,  in  Cumberland  and  Lanca- 
shire, in  Derbyshire,  Staffordshire,  etc. ;  fine  stalactitic  at  ISTewhaven  in  Derbyshire ;  in  Scotland, 
in  Argyleshire,  at  Strontian;  in  Perthshire,  of  a  briglit  yellow  color  at  Ballindean;  at  the  Cumber- 
land lead  mine;  in  Ireland,  in  thick  veins  in  old  red  sandstone,  at  Ballynascreeu  in  Londonderry. 

The  septaria  of  Durham,  England,  which  are  cut  and  polished  for  tables,  etc.,  have  the  veinings 
lined  with  brown  heavy  spar,  adding  much  to  their  beauty.  Some  of  the  most  important  European 
localities  are  at  Felsjbanya  and  Kremnitz,  at  Freiberg.  Marienberg,  Clausthal,  Przibram,  and  at 
Roya  and  Roure  in  Auvergue. 

In  the  United  States,  in  N.  Hamp.^  at  Piermont.  In  Mass.,  at  Hatfield  and  Leverett.  In  Conn., 
at  Cheshire,  large  crystals,  sometimes  transparent  (f  506,  and  simpler  forms),  intersecting  in  veins 
red  sandstone  with  vitreous  copper  and  green  malachite;  at  Berhn,  Farmiugton,  and  Soutluugton. 
In  N.  York,  at  Pillar  Point,  opposite  Sackett's  Harbor,  massive.  2-3  ft.  thick,  in  compact  lime- 
stone, afi'ording  large  slabs,  beautiful  when  pohshed;  at  Scoharie,  a  fibrous  variety  with  calcite, 
the  two  often  mechanically  mingled ;  in  St.  Lawrence  Co.,  fine  tabular  crystals  in  De  Kalb,  at 
Fowler  with  specular  iron,  at  the  Parish  ore  bed,  and  on  the  farm  of  J.  Morse,  in  Gouverueur, 
with  calcite  and  hematite,  and  on  the  banks  of  Laidlaw  lake  in  Rossie ;  the  crested  variety  at 
Hammond,  with  crystals  of  pyrite;  at  Wolcott,  Wayne  Co.,  near  the  stratum  of  lenticular  iron 
ore,  and  on  the  S.  side  of  the  Mohawk,  opposite  Little  Falls.  In  Pean.,  in  crystals  at  Perkiomen 
lead  mine.  In  Virginia,  at  Eldridge's  gold  mine  hi  Buckingham  Co.  (fig.  5o7);  3  m.  S.AV.  from 
Lexington,  in  Rockbridge  Co.;  a  beautiful  white  variety  on  the  plantation  of  J.  Ilord,  Esq., 
Fauquier  Co.  In  Kentucky,  near  Paris,  in  a  large  vein.  In  Tenn.,  on  Brown's  Creek ;  at  Haysborc', 
near  NashviUe ;  in  large  veins  in  sandstone  on  the  W.  end  of  I.  Royale,  L.  Superior,  and  on  Spa? 
Id.,  N.  shore,  one  vein  (containing  also  calcite)  14  ft.  wide,  sometimes  in  crystals;  in  trap  of  N. 
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shore,  veins  numerous.  In  Canada,  a  vein  27  in.  wide  at  Landsdown,  affbrdinp:  fine  crystals. 
In  fine  crystals  near  Fort  Wallace.  Xew  Mexico. 

The  white  varieties  of  barite  are  ground  up  and  employed  as  a  wliite  paiut.  either  alone  oi 
mixed  with  white  lead. 

For  recent  papers  on  cryst.,  see  Dauber.  1.  c. ;  Pfaff,  Pogg.,  cii.  46-1 ;  Hessenberg,  Min.  Xot.,  i  i. 
and  iv.  Above,  the  cleavage  prism  is  made  the  vertical  /,  as  done  by  Phillips.  Brooke  and  Mil'er, 
and  many  other  authors,  this  position  giving  the  simplest  symbols.  Naumann  makes  thi.s  prism 
tlie  dome  1-7,  and  i-i  the  basal  plane  0,  while  0  above  is  his  i-'i.  The  planes  following  the  order 
on  page  616,  are,  in  Naumanns  position,  as  follow.<^ :  ''vertical,"'  1-1,  0,  i-u  -i-l,  -i-;.  ^-i.  {-i, 
''macrodomes,"  2-S,  z-G,  i-S,  ^■-4,  z-3,  i-'l,  /,  '•brachydomes,"  8-«,  2-<,  l-l:  "oculi:- 
drons."  8-^.  6-6,  5-5,  4-4,  3-3,  2-2,  3-1,  1 ;  2,  S-f;  2-4,  1-2,  |-2. 

Xamed  from  /i  i  -  c,  weight,  or  iaoy-,  heavy. 

Alt. — Heavy  Spar  occurs  altered  to  calcite,  spathic  iron,  cerussite,  quartz,  limouitt;,  red  iron 
ore,  pyrite,  psilomelane,  gothite. 


631.  CELESTITE.  Fasriger  Schwerspath  [=Fibrous  Heavy  Spar]  (fr.  Fran!;stov.-:i.  Pa.) 
Schiitz,  Beschr.  Xordamer.  Foss.,  12,  Leipz.,  1791.  Schwefelsaurer  Strontianit  aus  Peunsyl- 
vanien  Klairr.,  Beitr.,  ii.  92,  1797.  Stroutiane  sulfatee  (fr.  Sicily)  (after  Yauquelin's  anal.)  Dolo- 
mieu,  J.  de  Phys ,  xlvi.  203,  1798  (disc,  by  D.  iu  S.  in  1781).  Coelestin  Wtrn.,  Min.  Syst..  1798; 
Lera,  Min.,  23:^,  ISOO;  Karsi.,  Tab.,  54,  95,  1808.  Sicilianite  Lenz,  Min.,  233,  18uu.  Schutzit 
Gerhard,  G.  Karst,  Tab.,  36,  75,  1800.  Zolestin  o^;<er  Germ.  Qrthogr. 
Barytosulpliate  of  Strontian  Thorn.,  Min.,  i.  Ill,  1836. 


f-3,  f-"',  f-s,  §^-14.;  in  tlie  same  liorizoiital  zone  witli       f-ie,  f-6,  f-4  ;  also 


^  35  T    5  5   ,5  -^5  ^  ^' 

0  A  i-i=:lor  38'  0  A  1-1  =  127°  56'  1  A  1,  brach.,  =  S9°  26' 

0  A  i-l=zUO  35  OA  1-2  =  123  IT  1  A  1,  basal,  =  12S  4:4: 

0  A  f-I=129  3  OA  1-3  =  125  3S  i-2  A  ^-2=114:  41 

0  A  i-=152  29  OA  1-4=126  35  i-l  A  hi,  top,  =  101  11 

0  A  1  =  115  38  1  A  1,  mac,  =  112  35  l-l  A  l-l,  top,  =  75  52. 


Cleavage:  6^  perfect ;  /distinct;  wless  distinct.  Also  fibrous  and  radi- 
ated ;  sometimes  globular ;  occasionally  2:ranular. 

H.  =  3-3-5.  G.  =  3-92-3-975  ;  3-959\  crystals,  Beiidant ;  3-973,  fr. 
Tliarand,  Breitli. ;  3"96,  fr.  Kingston,  Hunt.  Lustre  vitreous,  sometimes 
inclining  to  pearly.  Streak  wliite.  Color  white,  often  faint  l)luisli.  and 
sometimes  reddish.  Transparent— subtranslncent.  Fracture  imj^erfectly 
conchoidal — uneven.    Yery  brittle.    Tricliroism  sometimes  very  distinct.^ 
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Var. — 1.  Ordinary,    (a)  In  crystals.    The  angle  /  A  /  varies  mucli,  and  probably  in  pan 

in  consequence  of  the  presence  of  some  baryta  or  lime.  It  was  made  by  Haiiy  104°  48',  but 
with  the  common  goniometer;  by  Kuptfer,  104'  20';  by  Phillips,  104°;  by  Mohs,  103°  58';  by 
Websky,  in  an  elaborate  paper  on  crystals  from  Pschow  in  Upper  Silesia  (ZS.  G.,  ix.  303),  lii3''  32  , 
and  he  suggests  therefore  that  this  mineral  may  contain  lime  or  baryta;  by  Dauber,  in  very  exact 
measurements  of  Sicily  crystals  (Pogg.,  cviii.  447),  104'  4'  24"  to  104''  7'  14",  with  the  deduced 
mean  104°  6'  34  " ;  and  for  the  dome  1-z,  75°  45'  43"  ;  by  Kokscharof  (Min.  RussL,  v.  8)  from  Sicily 
crystals.  104°  3'  46",  0  A  i-i=140°  36',  his  calculated  results  being  104°  8'  50"  and  140°  35'. 

(b)  Fibrous,  either  parallel  or  radiated,  (c)  Lamellar :  of  rare  occurrence,  {d)  Granular,  (e) 
Concretionary.    (/)  Earthy;  impure  usually  with  carbonate  of  lime  or  clay. 

2.  Cakiocetestite.    Containing  much  lime 

3.  Barytocdestite^  or  Baryto-sulphate  of  stroutia  of  Thomson,  from  Drummond  I.,  L.  Erie,  con- 
tains much  baryta.  Hugard  gives  for  /  A  /  in  this  Drummond  I.  variety  103^°,  an  angle  inter- 
mediate between  that  of  barite  and  celestite  (see  below). 

Comp. — Sr  S=Sulphuric  acid  43-6,  strontia  56-4=10t).  Analyses:  1,  Klaproth  (1.  c);  2,  Vauqn.ie- 
lin(l.  c);  3,  4,  6,  7,  Stromeyer  (Unters.,  203);  5.  Maddrell  (Ramm.  Min.  Ch.,  26u) ;  8,  R.  Brandes 
(Schw.  J.,  xxi.  177);  9,  v.  Hauer  (Jahrb  G.  Reichs.,  iv.  397);  10,  Schmid  (Pogg.,  cxx.  637): 

S        Sr      :6a     Ca  ^^e 


1.  Frank stown,  Pa. 

42 

58 

2.  Sicily 

3.  " 

46 

54 

43  07 

56-35 

4.  Dornburg 

42-95 

56-26 

5. 

43-75 

54-73 

6.  Siinlel,  Hanover 

42-74 

55-18 

0-86 

7.  Dehrself,  » 

42-94 

55-01 

0-64 

8.  Fassa 

40-85 

51-93 

1-23 

9.  Ischl 

43-82 

55-96 

0.  Erfurt 

43-68 

53-:s9 

0-51 

 =100  Klaproth. 

 =100  Vauquehn. 

0-03,  CaC  0-09,  H  0-18  =  99-72  Stromeyer. 
0-03,  ^1  0-()5,  CaC  0-10,  H,  Bit.  0-10=99  49  S. 
— =99-90  MaddreU. 

0-04,  CaC  0  02,  H  0-05  =  99-20  Stromeyer. 
0-65,  Si  0-11,  H  0-25=99-58  Stromeyer. 
0-5O,  Si  l-0(t.  Ca,  S,  C  1-83  =  97-34  Brandes. 

 ,  H  0  41  =  100-19  Hauer. 

0-28  =  99-12  Schmid. 


"Wicke  found  in  celestite  from  a  stratum  of  clay  near  Wassel — the  calciocelestine  (Arch.  d. 
Pharm.,  chi.  32)— Sr  "S  91-464,  Ca  S  8  813,  Fe  0-003  =  99-78o  ;  G.=4  020.  It  may  be  only  a 
mixture. 

Thomson  gives  for  the  composition  of  the  Drummond  I.  celestite — barytocelesiite  (1.  c.) — S  40*20, 
Sr  35-72,  Ba  23-06,  Fe  0-59,  H  0-72=100-29,  and  G.  =  3-92l.  But  his  analysis  needs  confirma- 
tion. The  celestite  of  Kingston,  C.  W.,  which  Thomson  ranks  with  that  of  Drummond  L,  is  pure 
celestite  according  to  T.  S.  Hunt;  it  has  G.  =  3-96.  In  the  radiated  mineral  from  Niirten,  Han- 
over, Turner  found  (Ed..  Phil.  J.,  ii.  829)  SrS  78-21,  BaS  20-41  =  98-62;  and  Griiner  (Gilb.  Ann., 
Ix.  72)  Sr  S  73-uO,  ;6a  S  26-17,  who  analyzed  crystals  of  a  bluish  milk-white  color,  having  G.= 
3-9506. 

Wittstein  finds  that  the  blue  color  of  the  celestite  of  Jena  is  due  to  a  trace  of  a  phosphate  of 
iron. 

Pyr.,  etc. — B.B.  frequently  decrepitates,  fuses  at  3  to  a  white  pearl,  coloring  the  flame  stron- 
tia-red;  the  fused  mass  reacts  alkaline.  On  charcoal  fuses,  and  in  R  F.  is  converted  into  a  diffi- 
cultly fusible  hepatic  mass;  this  treated  with  muriatic  acid  and  alcohol  gives  an  intensely  red 
flame.    With  soda  on  charcoal  reacts  like  barite.    Insoluble  in  acids. 

Obs. — Celestite  is  usually  associated  with  limestone,  or  sandstone  of  Silurian,  Devonian,  Juras- 
sic, and  other  geological  formations.  Occurs  also  in  beds  of  gypsum,  rock  salt,  and  clay;  and 
with  sulphur  in  some  volcanic  regions. 

Sicily,  at  Girgenti  and  elsewhere,  affords  splendid  groups  of  crystals  along  with  sulphur  and 
gypsum.  Fine  specimens  are  met  with  at  Bex  in  Switzerland,  and  CouQ  in  Spain ;  at  Dornburg, 
near  Jena,  fibrous  and  bluish;  in  the  department  of  the  Garonne,  France;  in  the  Tyrol;  Retz- 
banya,  Hungary;  at  Norten,  in  Hanover;  in  rock  salt,  at  Ischl,  Austria.  Also  found  at  Aust 
Ferry,  near  Bristol;  in  trap  rocks  near  Tantallan,  in  East  Lothian;  at  the  Calton  Hill,  Edinburgh; 
near  Elnaresborough,  in  Yorkshire ;  at  Popayan,  New  Grenada. 

Specimens,  finely  crystallized,  of  a  bluish  tint,  are  found  in  the  Trenton  hmestone  about  Lake 
Huron,  particularly  on  Strontian  Island,  and  at  Kingston  in  Canada;  Chaumont  Bay,  Schoharie, 
and  Lockport,  X.  Y.,  have  afibrded  good  specimens;  also  the  Rossie  lead  mine;  Depauville  and 
Sr.ark  (farm  of  James  Coill),  N.  Y.  A  blue  fibrous  celestite  occurs  near  Frankstown,  Logan's  Yal- 
ley,  Huntington  Co.,  Penn.,  associated  with  pearl  spar  and  anhydrite,  and  this  was  the  celestite 
taken  to  Europe  by  Schlitz,  and  named  by  "Werner  after  an  analysis  by  Klaproth. 

The  dark  blue  fibrous  celestite  of  Jena  is  peculiarly  trichroic ;  and  its  color  also  varies  with 
the  angle  between  the  principal  cleavage  and  the  direction  of  the  fibres ;  the  color  with  the  angle 
86°,  dark  blue;  67°,  sky  blue;  46°,  pale  blue  (Schmid,  Pogg.,  cxx.  637). 

Named  from  ccelestis,  celestial,  in  allusion  to  the  faint  shade  of  blue  often  presented  by  the 
rnineral. 
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Artif.-r-Obtained  in  crystals  at  a  temperature  of  300°  C.  from  solution  in  water  (Dr.  Sullivan); 
in  lamellar  crystals  by  fusing  a  mixture  of  gypsum  and  common  salt,  and  treating  with  water ; 
A.  Gages. 


632.  ANHYDRITE.  Muriazit,  Salzsaurer  Kalk  (fr.  Hall,  Tyrol),  Ahhe  Poda,  Fichtel's  Min.  Auf 
siitze,  Wien,  1794,  228.  Wiirrelspath  Wern.,  h^Oo,  Ludwig's  Min.,  i.  51,  16G,  1803  =  Cube  Spar. 
Sonde  muriatee  gypsifere  (of  Hall)  (from  Klapr.  anal,  in  Beitr.,  i.  307,  1 795)  II.,  Tr.,  ii.  1 801 .  Chaux 
sulfatee  anhydre  (fr.  Bex)  Vauq.,  If.,  Tr.,  iv.  1801.  Auhydrit  Wern.,  1803,  Ludw.,  ii.  212,  180i. 
Wiirtelgyps  Ludwig,  ii.  169.  Anhydrous  Sulphate  of  Lime,  Anhydrous  Gypsum.  Karsteuit 
Hausm.,  Handb.,  880,  1813. 

Gekrosstein  (fr.  Bochnia  and  Wieliczka)  Wern. ;  Tripe  Stone  Engl. ;  Pierre  de  tripes  Fr.  ;= 
Anhydrit  Klapr.,  Beitr.,  iv.  231,  1807.  Pierre  de  Yulpino  ;  Marmor  Bardigiio  di  Bergamo  ;  Bar* 
digUone ;  Chaux  sulfatee  quartzifere  Vauq.,  H.,  Tr.,  iv.  251,  1801;  Siliceous  Anhydrous  Gyp- 
sum. Kieselgyps,  Vulpinit,  Ludwig,  it  170,  1804. 


Ortliorhombic.    /A /=:100°  S0\  6>  A  1-2=127 


1-202-i,    Observed  planes  :  0  ;  vertical,  / 


19 


-I ;  octahedral,  c>, 


a:h:  c=l-3122  ; 
f ,  i-'^,      ;  domes, 


510 


0  A  1-^=132°  30' 
6>Af4=110  8 
1-1  A  14,  top,  =  85 
■I  A  1-^,  top, =40  16 
^-^,  =  122 


J-l  A 


f,  ov.  . 

:U3  12 


,  2 

iX  A  z-;  =  77  26 
i-^  A     ,  ov.  {-1^=102  34 

s  A  i-l=lS5  35 
i-l  Af=lD3  50         i-lAn  = 

Fig.  511  view  of  front  side  of  a  thick,  rectangular,  somewhat  tabular 
crystal,  having  a  zone  of  planes  between  i-l  and  each  14,  or  the  correspond- 
ing edge.  Cleavage  :  i-t  very  perfect ;  i-l  also  perfect ;  0  somewhat  less 
so.  Also  fibrous,  lamellar,  granular,  and  sometimes  impalpable.  The 
lamellar  and  columnar  varieties  often  curved  or  contorted. 

H.  =  3-3-5.  G.  =  2-899-2-985;  2-956,  Aussee  ;  2-985,  Stassfurt. 
Lustre  :  i-l  and  i-l  somewhat  pearly ;  O  vitreous ;  in  massive  varieties, 
vitreous  inclining  to  pearly.  Color  white,  sometimes  a  grayish,  bluish,  or 
reddish  tinge  ;  also  brick-red.  Streak  grayish-white.  Fracture  uneven ; 
of  finely  lamellar  and  fibrous  varieties,  splintery.  Optic-axial  plane  paral- 
lel to  i-i,  or  plane  of  most  perfect  cleavage  ;  bisectrix,  normal  to  0 ; 
Grailich. 

Var. — 1.  Ordinary,  (a)  Crystallized;  cleavable  in  its  three  rectangular  directions.  (&)  Fibrous; 
either  parallel,  or  radiated  or  plumose,  (c)  Fine  granular,  (d)  Scaly  granular.  Vulpinite  is  a  scaly 
granular  kind  from  Vulpino  in  Lombardy ;  it  is  cut  and  polished  for  ornamental  purposes.  It 
does  not  ordinarily  contain  more  silica  than  common  anhydrite.  A  kind  in  contorted  concretionary 
forms  is  the  tripestone  ( Gekrosstein). 

2.  Pseudomwphous ;  in  cubes  after  rock  salt. 

Comp. — Ga  S=Lime  41-2,  sulphuric  acid  58*8=:  100.  Analvses:  1,  Klaprotli  (Beitr.,  iv.  224); 
2-4,  Stromeyer  (Schw.  J.,  xiv.  375);  5,  C.  ^Y.  C.  Fuchs  (B.  H.  Ztg..  xxi.  198): 


1.  Sulz,  cry  St. 

2.  Himmelsberg,  cryst. 


S 

59-78 
55-80 


Si 
0-25 
0-23 


0-09 


Ca       Tl  Bit. 

010    43-06     =10.3-19  Klaproth. 

0-25    40  68    2-91    0*04=100  Stromeyer. 


622 


OXYGEX  COMPOUNDS. 


3.  Yulpinite,  coarse 

4.  "  fine 

5.  Stassfurt,  crysi. 


S  Si               Ca  ft 

56-77  0-26    0-03  41'40  0-94=99-40  Stromeyer. 

58-(H    0-09    41-70  0-07  =  99-^6  Stromeyer. 

58-86   4(1-21  0'65  =  99-72  Fuchi^. 


Vauquelin  made  the  viilpinite  to  contain  8  p.  c.  of  silica  (and  hence  the  name  siliceous  anhydrite), 
which  the  later  analyses  do  not  sustahi. 

Pyr.,  etc.— B.B.  fuses  at  3,  coloring  the  flame  reddish-yellow,  and  yielding  an  enamel-hke  bead 
which  reacts  alkaline.  On  charcoal  in  R.F.  reduced  to  a  sulphid;  with  soda  does  not  fuse  to  a 
clear  globule,  and  is  not  absorbed  by  the  coal  like  barite ;  is.  however,  decomposed,  and  yields  a 
mass  which  iDlackens  silver;  with  tluorite  fuses  to  a  clear  pearl,  which  is  enamel-white  ou  cooling-, 
and  by  long  blowing  swells  up  and  becomes  infusible.    Soluble  in  muriatic  acid. 

One  hundred  parts  of  water,  at  18-7.^°  C,  dissolve  0-2  part  of  anhydrite. 

Obs. — Occurs  in  rocks  of  various  ages,  especially  in  Umestone  strata,  and  often  the  same  that 
contain  ordinary  gypsum,  and  also  very  commonly  in  beds  of  rock  salt.  It  was  first  discovered 
at  the  salt  mine  near  Hall  in  Tyrol,  by  Abbe  Poda ;  and  next  that  of  Bex,  Switzerland.  Other 
localities  are  at  Aussee,  both  crystallized  and  massive,  the  former  sometimes  in  splendid  geodes 
{{.  511),  the  latter  brick-red;  at  Sulz  on  the  Neckar,  in  "Wiirtemberg ;  Himmelsberg,  near  Ilfekl; 
Bleiberg  in  Cariuthia ;  Li'neburg,  Hanover;  Lauterberg  in  tlie  Harz ;  Kapnik  in  Hungary;  J^-chl 
in  Upper  Austria ;  Aussee  in  Styria;  Berchtesgaden  in  Bavaria;  at  Rienthal  and  elsewhere  in 
the  Alps,  crystals,  or  their  cavities,  within  quartz  crystals  ;  Stassfurt,  in  fine  crystals. 

In  the  U.  States,  at  Lockport,  N.  Y.,  fine  blue,  in  geodes  of  black  limestone,  accompanied  -uith 
crystals  of  calcite  and  gypsum.  In  N"ova  Scotia  it  forms  extensive  beds  at  ihe  estuary  of  the 
Avon  and  the  St.  Croiz  rivers,  also  near  the  Five  Islands  and  elsewhere,  associated  with  gypsum, 
in  the  Carboniferous  formation. 

A  crystal  from  Hall,  figured  by  Haiiy,  was  a  stout  rectangular  prism,  with  planes  /  on  the 
lateral  edges,  giving  i-i  A  1=^140^  4',  whence  /a  7=100"  8',  The  Stassfurt  crystals  (f.  51", 
Blum,  Jahrlx  Min.  18G5,  601)  have  nearly  the  ordinary  forms  of  barite,  and  approximate  to  them 
in  angles.  Schrauf  makes  the  angle  over  i-i  of  an  occurring  vertical  prism  iPogg.,  cxvii.  650,  18i)2) 
120'',  and  v.  Rath  (Ber.  nied.  Ges.  Bonn.  201,  1862)  121°  24'.  Blum  states  that  the  prism  /  is 
the  most  common;  it  is  verticalhr  striated,  and  these  striations  are  formed  of  planes  of  the  other 
vertical  prisms  measured  by  him  ;  measurements  onlv  approximations.  Schrauf  and  Blum  make 
the  angle  hi  A  l-i=:85';  Fuchs  (B.  H.  Ztg.,  xxi.  198),  841";  and  v.  Rath,  84^  34'.  In  fig.  .511 
the  plane  o  is  in  the  same  vertical  zone  with  s;  and  if  o  is  made  the  j^lane  1  (as  done  by  Brooke 
and  Miller),  n  is  2-2,  and  /B-3.  B.  and  M.  obtained  in  their  measurements  for  i-l  on  /  n,  o,  loH^ 
14',  143"  41',  and  123'  31'  (Phil.  Mag.,  III.  19,  178);  and  Grailich  and  Lang,  for  the  same  (Ber. 
Ak.  Wien,  xxvii.  25),  153'  50',  143"  37',  124'  10'.  The  latter  give  for  their  calculated  results, 
18V,  142°  59^',  123°  32^'.  The  prism  ^■-|,  wliich  has  the  angle  102'  34',  may  be  that  homo- 
logous with  /  of  barite ;  in  this  case  the  brachydiagonal  above  would  be  the  macrodiagonal. 

Alt. — Absorbs  moisture  and  changes  to  gypsum.  Extensive  beds  are  sometimes  thus  altered 
in  part  or  throughout,  as  at  Bex,  in  Switzerland,  where,  by  digging  down  60  to  100  ft.,  the 
unaltered  anhydrite  may  be  found.  Sometimes  specimens  of  anhydrite  are  altered  between  the 
folia  or  over  the  exterior.    Also  altered  to  quartz  and  siderite. 

633.  ANGLESITE.  Vitriol  de  Plomb  uVonnet,  Syst.  Min.,  371,  1779.  Plumbum  acldo  vitriolico 
minerahsatum  Bergm.,  Sciagr.,  116,  1782.  Lead  mineralized  by  vitriolic  acid  Withering,  Trl. 
Bergm.  Sciagr.,  1783.  Lead  minerahzed  by  vitriohc  acid  and  iron  (on  1.  Anglesea  "in  immense 
quantities ")  Withering,  ib.  Vitriol  de  Plomb  (fr.  Andalusia)  Proust,  J.  de  Phys.,  xxx.  394, 
1787.  Bleiglas  (fr.  the  Harz)  Lasius,  Beob.  Harzgeb.,  ii.  355,  1789.  Nat.  Bleivitriol  Karsten, 
Tab.,  24,  1791.  Lead  Vitriol,  Sulphate  of  Lead.  Vitriolbleierz  Germ.  Plomb  sulfate  Fr. 
Anglesite  Beud.,  Tr.,  IL  459,  1832.  Sardinian  Breith.,  B.  H.  Ztg.,  xxiv.  320,  1865,  xxv.  194, 
1866. 


Orthorhombic.  /A  7=103°  43^';  Oa1-1=12V  20^,  Kokscharof; 
a  :h  :  c=l-64223  :  1  :  1-273631.  Observed  planes:  0;  vertical,  7,  i-l,  i-l, 
^-2,  i-1,  H,  i-^  ;  domes,        ^-l ;        ^-i,  l-i,  3-2 ;  octahedral,  \,  \: 


0  A  1  =  115°  35^ 
6>  A|-=133  46 
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0  A  2=103°  28' 
i-lhI=Ul  52 

i-l  A  2-2  =  158  34r 

A  1-1=139  23 
i-i  A  /=138  8 
/A  2-2=163  18 
/A^-5  =  160  38 


I^  2-3  =  141°  8' 

/A  1=15-1 1^ 

In  2  =  166  32 
l-^  A  1-5  =  153  17 
1-i  A  2-4  =  156  44 
1  A  1-2  =  151  32 
1  A}-|=168  37 


1  A  H=147°  25' 
1-2  A  l-I,  top,  =  75  351 

1-2  A  1-2,  OV.2-2,  =  104"'24^ 

A  top,  =  101  14 
^-2  A  ^'-2,  front,  =  137  8 

i-l  A  2-2,  OV.  2-2,  =  115  1 

i-l  A  2-3,  OV.  -^-2, =134  0 


513 


514 


Anojlesea. 


Siegen. 


Siegen. 


Crystals  sometimes  tabular ;  often  oblong  prismatic,  and  in  the  direction 
of  either  of  the  axes;  as  the  vertical  axis  in  f.  515  ;  the  macrodiag-onal  in 
f.  512,  516  ;  the  brachvdiagonal  in  f.  513  ;  also  thick  and  short,  as  in  f  514  ; 
also  sometimes  in  octahedral  forms,  more  or  less  modified,  made  princii)allj 
of  planes  1-2,  as  in  f.  517;  or  of  planes  1 ;  or  1-5,  or  1-4.  Cleavage:  /, 
but  interrupted.  The  planes  /  and  i-l  often  vertically  striated,  and  \-i 
horizontallv.    Also  massive,  granular,  or  hardlv  so.    Sometimes  stalactiric. 

H.  =  2'75-3.  G.  =  6-12-6-39;  6-35,  Pheniiville,  Smith.  Lustre  highly 
adamantine  in  some  specimens,  in  others  inclining  to  resinous  and  vitreous. 
Color  white,  tinged  yellow,  gray,  green,  and  sometimes  blue.  Streak 
uncolored.    Transparent — opaque.    Fracture  conclioidal.    Yery  brittle. 

Comp. — J*b  S=Sulphunc  acid  26  4,  oxyd  of  lead  73-6=100.  Analyses:  1,  2,  Klaproth  (Beitr., 
iii.  162);  3,  Stromeyer  (Unters.,  226);  4,  Thomson  (Min ,  i.  559);  5,  J.  L.  Smith  (Am.  J.  Sci.,  II 
XX.  244) : 
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1.  "Wanlockhead 


S 

25-  75 

24-  8 

26-  09 

25-  65 


70-50   


2-25  =  98-50  Klaproth. 
2-0  =  98  8  Klaproth. 


2.  Ansjlesea 

3.  Zelierfeld 

4.  Leadhills 


n-0  1-0 
72-47  S'eH'O  Og 
74-05   


0-51,  Un  0-()7  =  99-23  Strom. 
0-;sO  =  100  Thomson. 
 ,  Si  0-2u  =  y9-95  Smith. 


5.  Phenixville 


(I)  26-69 


73-26 


Pyr.,  etc. — B.B,  decrepitates,  fuses  in  the  flame  of  a  candle  (F.  =  l-5).  On  charcoal  in  O.F 
fuses  to  a  clear  pearl,  which  on  cooling  becomes  mUk-white;  in  R.F.  is  reduced  with  effervescence 
to  metallic  lead.  With  soda  on  charcoal  in  R.F.  gives  metallic  lead,  and  the  soda  is  absorbed  by 
the  coal ;  when  the  surface  of  the  coal  is  removed  and  placed  on  bright  silver  and  moistened  with 
water  it  tarnishes  the  metal  black.  Difficultly  soluble  in  nitric  acid.  Soluble  in  citrate  of  ammo- 
nia (J.  L  Smith).  Soluble  in  22,816  parts  of  water  of  11°  C  (Fresenius).  Soluble  1  part  in  30,062 
of  water  (Rodwell). 

Obs. — This  ore  of  lead  was  first  observed  by  Monnet  as  a  result  of  the  decomposition  of  gale- 
nite,  and  it  is  often  found  in  its  cav-ities.  At  Leadhills  it  occurred,  occupying  the  cubical  cavities 
of  galenite,  or  disposed  on  the  surface  of  the  ore;  and  this  locality,  and  also  that  of  Wanlock- 
head, formerly  afforded  large  and  beautiful  crystals,  some  transparent  and  several  inches  in 
diameter.  First  found  in  England  at  Parys  mine  in  Anglesea.  Occurs  also  at  Melanoweth  in 
Cornwall ;  in  Derbyshire  and  in  Cumberland  in  crystals  ;  Clausthal,  Zelierfeld,  and  Giepenbach,  in 
the  Harz ;  near  Siegen  in  Prussia ;  Schapbach  in  the  Black  Forest,  Badenweiler  in  Breisgau ; 
and  in  Sardinia  in  small  but  perfect  transparent  crystals ;  Fondon  in  GTranada ;  massive  in 
Siberia,  Andalusia,  Alston  Moor  in  Cumberland ;  in  Australia,  whence  it  is  exported  by  the  ton 
to  England. 

In  the  United  States  it  occurs  in  large  crystals  at  "WTieatley's  mine,  Phenixville,  Pa.  (f.  512,  513, 
514):  less  well  crystallized  in  Missouri  lead  mines;  at  the  lead  mine  of  Southampton,  Mass.;  at 
Rossie,  X.  Y. ;  with  galenite  at  the  Walton  gold  mine,  Louisia  Co.,  Ya. 

Named  from  the  locaUty,  Anglesea,  where  it  was  first  found  by  Dr.  Withering. 

For  recent  papers  on  cryst.,  Kokscharof,  Min.  Russl.,  i.  34,  ii.  167,  iii.  24^,  elaborate ;  v.  Lang, 
Ber.  Ak.  Wien,  very  elaborate ;  Zepharovich,  Ber.  Ak.  Wien,  v.  i.  369. 

Sardinian  is  distorted  anglesite  from  Monteponi  in  Sardinia,  with  which  Richter  found  it  to 
agree  in  composition;  Gr.  =  6-380  — 6*892  ;  H.  =  3  — 3-5;  white  and  like  anglesite  in  lustre.  Breit- 
haupt  makes  it  hemidomatic  (monoclinic  or  hemihedral);  and  found  for  the  fundamental  prism  the 
angle  10  r  52  ;  and  says  that  the  bisectrix  of  the  optical  angle  is  normal  to  a  plane  truncating 
an  edge  of  the  fundamental  prism,  and  not  to  the  base  as  in  anglesite.  The  optical  fact  stated 
shows  that  the  prism  is  normally  orthometric ;  and  if  the  plane  referred  to  be  made  the  base 
(or  plane  0)  then  the  mineral  agrees  with  anglesite,  both  crystaUographically  and  optically.  The 
so-called  fundamental  prism  is  prism  ^-l  of  anglesite,  which  has  the  angle,  as  above  given,  101° 
14  .    The  Ibrm  approaches  fig  516  above. 

Alt. — Anglesite  occurs  altered  to  cerussite  (l*b  C) :  also  to  a  hydrous  anglesite,  according  to 
Breith. 


634.  ZINKOSITE.    Ziukosit  Breith.,  B.  H.  Ztg.,  xi.  100,  1852,    Anhydrous  Sulphate  of  Zinc. 

According  to  Breithaupt,  tliis  sulphate  occurs  at  the  mine  of  Barranco  Jaroso  in  the  Sierra 
Umagrera,  Spain,  in  crystals  isomorphous  with  anglesite  and  barite.    Doubtful.    G-. =4-331. 


535.  LEADHILLITE.  Plomb  carbonate  rhomboidal  Bourn.,  Cat.,  p.  343,  1817.  Sulphato- 
tricarbonate  of  Lead  Brooke,  Ed.  Phil.  J.,  iii.  117,  1820.  Leadhillite  Beud.,  Tr.,  ii.  366,  1832. 
Bleisulphotricarbonat,  Ternarbleierz,  Weiss.    Psiraythit  GlocJcer,  Syn.,  256,  1847. 

Orthorhombic.  7  A  7=103°  16^  0  A  l-^=120°  10';  a  :  h  :  c=rl-T205  : 
1  :  1*2632.  Observed  planes  as  in  f.  518,  with  also  i-2  replacing  edge 
between  7  and  i-i.  Hemihedral  in  7  and  some  other  planes  ;  hence  mon- 
oclinic in  aspect,  or  rhombohedral  when  in  compound  crystals. 


A -1-1=150°  10' 
(9  A  ^=126  11 
i-l  A  yi^lld  50 


a  Afi=156°  27' 
i-l  A  1-5  =  128  14 
i-l  A  i=lll  30 


U  A  7=128°  22' 
^-^  A^-5  =  lll  36 
A  i-l=zdO 
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518 


520 


521 


Cleavage  :  i-l  very  perfect ;  i-l  traces.  Twins,  f.  520, 
521  (drawn  with  i-l  as  top  plane),  consisting  of  3 
crystals ;  composition-face,  l-l  (see  f.  522) ;  also  par- 
allel with  I. 

H.  =  2-5.    G.=6-26— 6-M.   Lustre  of  i-l  pearly, 
other  parts  resinous,  somewhat  adamantine, 
white,  passing  into  yellow,  green,  or  gray.  Streak 
uncolored.    Transparent  —  translucent.  Conchoidal 
fracture  scarcely  observable.    Rather  sectile. 

Comp.— fbS+3  fbC  =  Sulphate  of  lead  27-45,  carbonate  of  lead  72-55  =  100. 
1,  Berzelius  (Jahresb.,  iii.  134);  2,  Stromeyer  (Gel.  Anz.  Gott.,  113,  1825): 


Analyses 


1.  Leadhills     fbS  28-7       I»b  C  71-0=99-7  Berzelius. 

2.  28-3  72-7  =  100  Stromeyer. 

Pyr,,  etc. — B.B.  intumesces.  fuses  at  1-5,  and  turns  yeUow;  but  white  on  cooling.  Easily 
reduced  on  charcoal.  With  soda  affords  the  reaction  for  sulphuric  acid.  Effervesces  briskly  in 
nitric  acid,  and  leaves  white  sulphate  of  lead  undissolved. 

Obs. — This  ore  has  been  found  at  LcadhiUs,  with  otlier  ores  of  lead ;  also  in  crystals  at  Red 
Gill,  Cumberland,  and  near  Taunton  in  Somersetshire.  Grenada  is  also  stated  to  be  a  locahty  of 
it,  and  the  island  of  Serpho,  Grecian  Archipelago.  The  crystals  seldom  exceed  an  inch  in  length, 
and  are  commonly  smaller.  Reported  by  0.  U.  Shepard  (Am.  J.  Sci.,  II.  xv.  446 )  from  Newberg 
District,  S.  C,  but  there  is  some  doubt  as  to  the  locality ;  also  from  the  Morgan  silver  mine.  Spar- 
tanburg District,  S.  C. 

Brooke  and  Miller,  who  show  that  the  form  of  leadhillite  is  orthorhombic,  make  the  prism  ^-i  (of 
120''  20  )  the  fundamental  vertical  prism,  and  appear  to  regard  the  species  as  related  to  aragonite. 
The  fact  that  the  twins  are  not  formed  parallel  to  the  faces  of  this  prism  (as  they  should  be  if 
the  prism  ^-i  were  homologous  with  the  aragonite  prism),  and  the  close  approximation  in  angle 
to  anglesite,  shown  above,  besides  other  reasons,  have  led  the  author  to  adopt  the  position  of  the 
crystals  here  given,  which  exhibits  the  anglesite  relation.  Susannite  (rhombohedral)  and  leadhil- 
lite (orthorhombic)  are  mutually  dimorphs,  and  so  also  are  dreehte  and  anglesite.  Now  susannite 
and  dreelite  are  nearly  identical  in  angle ;  and  therefore  leadhillite  and  anglesite  must  be  equally 
related.  Since  in  susannite  the  sulphuric  acid  dominates  over  the  carbonic  acid,  and  impresses  on 
the  lead  salt  its  character  (or  the  form  of  the  sulphate\  the  same  should  be  the  case  with  its  cor- 
relate leadhillite — this  species  being  the  very  same  chemical  compound.  (See  on  this  subject. 
Am.  J.  Sci.,  II.  xvui.).  The  hemihedrism  of  the  species  gives  origin  to  the  peculiar  rhombohe- 
dral aspect  of  the  twins.  The  angles  of  these  twins  are  near  those  of  susannite.  Fig.  1  is 
partly  from  Mohs,  with  other  occurring  planes,  and  is  introduced  to  show  the  relations  of  the 
planes  in  the  position  of  the  crystal  adopted. 

On  crystallization,  Haidinger,  Ed.  Phil.  Trans.,  x.  217  ;  B.  &  M.,  Min.,  563. 


636.  CALEDONITE.    Cupreous  Sulphate- Carbonate  of  Lead  Brooke,  Ed.  PhU.  J.,  iiL  117, 
1820.    Caledonite  Beud.,  Tr.,  ii.  367,  1832. 
40 
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Ortliorhombic.  Ihl—^o 


523 


,  a:  J:c=l-5314:1  :1-0913. 
Observed  planes  as  in  the  annexed  figure. 

0  A  1-^=125°  29',  0  A  2-^=108°  5',  0  A  f=z 
125°  50',  0  A  1  =  115°  43';  I^  ^=132°  30', 

1  A  1,  pyr.,  =  105°  and  96°  45'.  Cleavage :  I 
and  0  indistinct,  i-i  more  obvious.  Crystals 
sometimes  large  ;  usually  minute ;  occasion- 
ally in  divergent  groups. 

H.  =  2-5— 3.  G.=:6'4.  Lustre  resinous. 
Color  deep  verdigris-  or  bluish-green  ;  inclin- 
ing to  mountain-green  if  the  crystals  are  deli- 
cate. Streak  greenish-white.  Translucent. 
Fracture  uneven.    Rather  brittle. 


Comp. — Sulphate  of  lead  combined  with  carbonate  of  copper  and  lead.  Analysis  by  Brooke 
(Ic): 

l»bS55-8         I»bC32-8         Cu  C  11-4=100  Brooke, 

corresponding  nearly  to  3  i*b  S  +  2  i*b  C  +  Ou  C,  or  1|  Cu  C. 

Pyr.,  etc. — B.B.  on  charcoal  easily  reduced.  Partially  soluble,  with  a  slight  eflFervescence,  in 
nitric  acid,  leaving  a  residue  of  sulphate  of  lead  (Brooke). 

Obs.— Occurs  at  Leadliills,  Scotland,  accompanying  other  ores  of  lead,  in  crystals  with  linarite : 
at  Red  Gill  in  Cumberland  ;  also  at  Retzbanya  in  Hungary ;  Tanue  in  the  Harz.  Said  to  occur 
at  Mine  la  Motte,  Missouri.    The  above  figure  is  by  Brooke  of  a  Leadhills  crystal. 

637.  DREELITE.    'DvQoWte  Dufrenoy,  Ann.  Ch.  Phys.,  Ix.  102,  1835.    Dreeit  Glocker,  Syn., 

261,  1847. 

Ehombohedral.  R  A  ^=93°  or  94°.  Cleavage  :  rhombohedral,  in 
traces. 

H.  =  3'5.  G.  =  3'2— 3*4.  Lustre  pearly  ;  splendent  on  a  surface  of  frac- 
ture.   Streak  and  color  v^hite. 

Comp.— Ca  S  +  3  ]&a  S.    Analysis  by  Dufre'noy  {\.  c.) : 

BaS  61-73    OaS  14-275    Ca  C  8-05    Si  971    ^1  2-405    Ca  1*52    H  2-?.l=100. 

Obs. — In  small  unmodified  crystals,  disseminated  on  the  surface  and  in  the  cavities  of  a 
quartzose  rock,  at  Beaujeu.  France.  Dept.  of  the  Rhone  ;  also  at  Badenweiler  (Baden). 
Named  by  Dufrenoy  after  ^Ir.  do  Dree,  a  liberal  patron  of  science. 

Thomson  has  analyzed  another  compound  of  the  sulphates  of  baryta  and  lime  (Min.,  i.  106), 
consisting  of  7r9  of  the  former  to  28-1  of  the  latter;  it  was  from  Harrowgate  in  Yorkshire. 

638.  SUSANNITE.    Sulpliato-tricarbonate  of  Lead  pt.  (fr.  Susanna  mine,  Leadhills)  Brooke, 
Ed.  N.  PhO.  J.,  iii.  117,  138,  1827.    Suzannit  Haid.,  Handb.,  505,  1845. 

Ehombohedral.  E  A  7?=94°,  0  A  ^=128°  2>' ; 
a= 1-1062.  Observed  planes  :  -2,  (9,  i,  2,  4.  -1-4. 
0  A  2=rlll°  13',  0  A  4  =  101°  30',  2  A  2  =  72°  30'. 
Cleavage  :  0  easily  obtained. 

H.  =  2-5.  G.  =  6-5— 6'55.  Lustre  resinous — 
adamantine.  Color  white,  green,  yellow,  brown- 
ish-black.   Streak  'uncolored. 

Comp. — Same  as  for  leadhillite.  Analysis  by  Brooke  (1.  c); 
Sulphate  of  lead  27*5,  carbonate  of  lead  7  2-5. 

Crystals  from  Nertschitisk,  analyzed  by  Kotschubey,  having  G. 
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=:6*526 — 6"55,  and  therefore  probably  susannite  rather  than  leadhillite,  afforded  him  (Koksch 
Miu.  RussL,  7f),  1853)  J»bS  27-(i5.  tb  C  74-26  =  101-81  ;  and  fbS  2t)-91,  i>b  C  72-87  =  99  T8. 

Obs. — lu  attached  crystals  at  the  Susanna  mine,  Leadhills  in  Scotland  ;  at  Moldawa  in  Hun- 
gary ;  Nertsehlnsk  in  Siberia.  Formerl}'  referred  to  leadhiUite,  the  compound  crystals  of  which 
it  resembles. 

The  rhombohedron  R  of  susannite.  as  it  is  assumed  by  Haidinger,  equals  very  nearly  -2  of  dree- 
lite,  which  it  is  here  made. 


639.  CONNELLITE.  Copper  Ore  of  an  azure  blue  color,  composed  of  needle  crystals  (fr. 
Wheal  Providence)  Eashleigh,  Brit.  Min.,  iL  13,  pL  12,  f.  1,  6,  1802.  Sulphato-chloride  of  Copper 
Connel,  Rep.  Brit.  Assoc.,  1847.    Connellite  Dana,  Min.,  523,  1850. 


Hexagonal.  0  M=126'' 60' ;  a=l'156%  Observed  planes 
as  in  the  annexed  figure.  From  the  measurements  of  Maske- 
lyne,  10=^-^.  Crystals  slender,  or  acicular ;  like  f.  526  ;  and 
also  hexagonal  prisms  (^2),  with  the  pyramid  1. 


A  1,  ov.  snmmit,=73°  40' 


1 

1  A/=:U3 

1  A  1,  adj., 
1  Ai 

w  Aw 


10 

=  132 
2=133  53 
163  50 


50 


wAw''=lS7°  W 
w  A  ^'-2=156  2 
^  A  7=166  54 
w  A  1  =  152  37 
/A '^•-2=150 


Lustre  vitreous.    Color  fine  blue.  Translucent. 


Wheal  Unily? 


Oomp. — From  trials  by  Connell,  contains  oxyd  of  copper,  sulphuric  acid,  and  chlorid  of  copper, 
tind  supposed  to  be  a  compound  of  a  sulphate  and  chlorid  of  copper. 
Easily  soluble  in  nitric  or  muriatic  acid. 

Obs. — In  Cornwall,  at  Wheal  Unity  and  Wheal  Damsel,  in  slender  crystals,  not  over  tt  iQ- 
in  diameter  and  -fo  in.  thick;  Maskelyne,  Phil.  Mag.,  TV.  xxv.  39,  whence  the  above  figure. 


640.  GLAUBERITIj.    Glauberite  Brongniart,  J.  d.  M.,  xxiii.  5,  1808.    Brongniartin  v.  Leonh. 

Handb.,  270,  1826. 


Monoclinic.  (7=68 
30';  a-.h'.  c=0-8151: 
vertical,  Z,        hemidomes,  2- 


16',  7  A  7=83°  20',  0  A  U=136° 
1  :  0-8267.    Observed  planes  :  0 ; 


528 


3,  -1, 


3-3. 


3  o 
2"^ 


0  Ai-i^llV  44' 
0  A  1  =  136  49 
0  A  3=88  57 
0  A  7=104  15 


heinioctahedral,  \. 


-1  A -1  =  116°  20' 

1  A  1=95  22 
3-3  A  3-3=136  8 


Cleavage  :  0  perfect. 

H.  =  2-5— 3.  G.  =  2-64-2-85.  lustre  vitreous.  Color 
pale  yellow  or  gray ;  sometimes  brick-red.  Streak  white. 
Fracture  conchoidal ;  brittle.    Taste  slightly  saline. 

Var. — The  above  angles  are  from  Brooke  &  Miller.  Senarmont  found  (Ann.  Ch.  Phys..  Til 
xxxvi.  157)/A/=82°  86'  — 83°  15',  OA  1  =  187°  37',  0  A  3=89°  6',  OA  7=104°  62'  — 105°  17', 
-1  A  -  1  =  116°  18'  — 116'  52',  3-3  A  3-3  =  135°  20'. 
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Comp.— (|]Sra  +  ^  Ca)  S  =  Siilphate  of  soda  51-1,  sulphate  of  lime  48-9=100 ;  or,  Sulphuric  acici 
57-5,  lime  201,  soda  22*4.  Analyses:  1,  Brongniart  (1.  c);  2,  v.  Kobell  (Gel.  Anz.  Miinchen, 
Jahrb.  Min  1846,  840);  3,  v.  Hauer  (Ber.  Ac.  Wien);  4,  Hayes  (J.  Nat.  H.  Soc.  Bost,  iv.  498); 
5,  Ulex  (Ann.  Ch.  Pharm.,  ]xx.  51);  6,  Pisani  (C.  R.,  li.  731): 


1.  Villa  Rubia 

2.  Berchtesgaden 

3.  Ischl 

4.  Tarapaca 
5. 

6.  Varengeville 


3Pe 

 =  100  Brongniart. 

 =99-60  Kobell. 

 =100-07  Hauer. 

0-14=99-36  Hayes. 

 ,  B  3-5  =  100  Ulex. 

clay  0-40=99-68  Pisani. 


No.  5  was  mixed  with  some  ulexite ;  No.  6  was  brick-red,  friable,  and  resin-like. 

Pyr.,  etc. — B.B.  decrepitates,  turns  white,  and  fuses  at  1-5  to  a  white  enamel,  coloring  the 
flame  intensely  yellow.  On  charcoal  fuses  in  O.F.  to  a  clear  bead ;  in  R.F.  a  portion  is  absorbed 
by  the  charcoal,  leaving  an  infusible  hepatic  residue.  With  soda  on  charcoal  gives  the  reaction  for 
sulphuric  acid.  Soluble  in  muriatic  acid.  In  water  it  loses  its  transparency,  is  partially  dissolved, 
leaving  a  residue  of  sulphate  of  hme.  and  in  a  large  excess  this  is  completely  dissolved.  On  long 
exposure  absorbs  moisture  and  falls  to  pieces. 

Obs. — In  crystals  in  rock  salt  at  ViUa  Rubia,  near  Ocana,  in  New  Castile ;  also  at  Aussee,  in 
Upper  Austria;  in  Bavaria;  at  the  salt  mines  of  Yie,  in  France  (Oa/=104°  11',  Dufr.) ;  at 
Varengeville,  near  Nancy,  a  red  variety  in  salt  with  polyhahte  and  anhydrite ;  and  at  Borax 
Lake,  California,  in  blue  clay,  at  a  depth  of  40  ft.,  having  been  obtained  in  an  Artesian  boring. 
Province  of  Tarapaca,  Peru  (affording  the  above  figure  and  Senarmont's  angles),  with  ulexite. 

Artif. — On  the  artificial  preparation  of  glauberite,  J.  Fritzsche,  J.  pr.  Ch.,  Ixxii.  291.  On  cryst., 
Senarmont,  Ann.  Ch.  Phys.,  HP.  xxxvi.  157. 


641.  LANARKITE.  Sulphato-Carbonate  of  Load  Brooke,  Ed.  Phil.  J.,  iii.  117,  1820.  Lanarkite 
Beud.,  Tr.,  ii.  366,  1832.  Dioxylith  Breith.,  Char.,  1832.  Kohlenvitriolbleispath,  Halbvitriol- 
blei.  Germ. 

Monoclinic.    I A  7=85°  48';  i-2  A       front,=49°  50',  Greg;  0  A 

r=120°  45'.    Plane  i  2  usually  rounded,  and  the 
529  crystals  aggregated  lengthwise,  and  seldom  dis- 

tinct. Cleavage  :  O  perfect ;  less  perfect. 
Laminae  flexible  as  in  gypsum. 

H.:r=:2-2-5.  G.  =  6-S-7 ;  6'3-6'^,  Thom- 
son. Lustre  of  the  cleavage-face  pearly  ;  other 
parts  adamantine,  inclining  to  resinous.  Streak 
white.  Color  greenish-white,  pale  yellow,  or 
gr  ay .    T  r  ansp  ar  en  t — t  r  an  si  u  c  en  t . 

Comp.—i»bS-f-l»bC= Sulphate  of  lead  53-15,  carbonate  of  lead  46-85.  Analyses:  1,  Brooke 
(1.  c.) ;  2,  Thomson  (Phil.  Mag.,  III.  xv.  402)  : 

1.  Carbonate  of  lead  46  9         Sulphate  o^  lead  53  1  =  100. 

2.  "    46-04  "  "    43-96=100;  a.=6-3197. 

Pyr.,  etc. — B.B.  on  charcoal  easily  i educed.  Partially  dissolved  in  nitric  acid  with  efferves- 
cence, leaving  a  residue  of  sulphate  of  lead  (Brooke). 

Obs. — At  Leadhills,  Lanarkshire,  Scotland,  with  caledonite  and  susannite ;  of  very  rare  occur- 
rence.   Massive  in  Siberia,  and  at  Tanne,  in  the  Harz;  at  Biberweier,  Tyrol 

642.  CROCOITE.  Nova  minera  Plumbi  J.  G.  Lehman,  Acad.  Petrop.,  1*766;  Pallas,  Voyages. 
1770,  ii.  235.  Minera  Plumbi  rubra  Wall.,  Min.,  17 73.  Rothes-Bleierz  Wern.,  Auss.  Kennz.. 
296,  1774.  Plomb  rouge  Macquart,  J.  de  Phys.,  xxxiv.  1789  ;  VauqueUn,  Bull.  Soc.  Philomath., 
and  J.  de  Phys.,  xlv.  393,  1794,  xlvi.  152,  311,  1798.    Plomb  chromate  H.,  Tr.,  iii.  1801.  Chro- 
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mate  of  Lead  Chromsaures  Blei,  Bleichromat,  Chrombleispath,  Gerra.  Kalloclirom  Ilausm., 
Handb.,  1086,  1813.  Crocoise  Beud.,  Tr.,  ii.  669,  1832.  Crocoisit  i;.  Kol.,  Grundz.,  282,  1838 
Krokoit  Breith.^  Handb.,  ii.  262,  1841. 


530 


Monocliiiic.  C=17°  27\  I A  7^:93°  42',  0  A  l-i=13S°  10^ 
0-95507  :  1  :  1-0114,  Dauber.  Ob- 
served planes  :  0,  not  common  ; 
vertical,  T  (common),  i-l,  i-i  (not 
common),  z-3,  ^'-2,  ^'-f,  i-\ ,  ?  ,  ^-2, 
?  i-\  ;  clinodomes,  1-1,  ?  f -I,  2-1 ; 
Iiemidoiiies,  6-^,  5-^,  4-«',  ?  3-^, 
?f-^',  -8-z,  -6-^,  ?-5-2',  -4-z,-f-?, 
-1-i  '  orthodiao;onal 


a 


hemipyra 

,S  -4-  1111  -11-1.1  .  4.8_.  Q 
^5^5    10105     -^-^10  5^75  ^ 


mids,  1, 1, 1, 


'I""!  ?  8"i  5  "^"l  5  i"3i  i"3  ?  V"V' 
-8-f;  H-J;  2-2,  -8-2,  -^-2,  3-i^ 
(=^3-2);  3-Y;  5-| ;  J^-i^B  ;  6.3^ 
f-3,  3-3,  f-3,  6-3,  9-3,  -12-3  :  -4-i# 


(=?  4-3) ;  -f-v- ;  H 

4-4,  -2-4;  I-I,  18-1;  f- 
-11-11;  15^-1/ ;  17-34; 

- 8-a  •  ?  1 


?  5 
1  1_1 1  . 

5-5 


Urals. 


iJ-1- 
3  5 


2.11  . 
3  35 


3-6;  ?f7,  -7-7;  -8-8; 
20 


clinodiagonal  hemipyramids,  %  3-2,  f-2 


-F5 


?  1 


/A  a=133°  9'        On  2-1=118°  V        -1  A  -1=119°  12' 
0  A  ^-^=102  33       ^'-2  A  ^'-2  =  56  10  1  A  1  =  107  38 

Cleavage  :  /tolerably  distinct ;  0  and  i-i  less  so.  Surface  /  streaked  lon- 
gitudinally ;  the  faces  mostly  smooth  and  shining.  Also  imperfectly  colum- 
nar and  granular. 

H.  =  2-5  — 3.  G.  =  5-9  — 6-1.  Lustre  adamantine — vitreous.  Color  vari- 
ous shades  of  bright  hyacinth-red.  Streak  orange-yellow.  Translucent. 
Sectile. 

Var. — Dauber  gives  the  following  observed  angles  for  a  large  number  of  crystals  from  Brazil, 
Urals,  and  the  Philippines  (Ber.  Ak.  Wien,  xUi.  17,  1860)  : 


I{m)  A  I(m) 
I{m)  A  -1  (0 
-1  {t)  A  -1  (i!) 
0  (c)  A  1-i  (z) 

0(c)  A  3-2  (ic) 
0(c)  A  I{m) 


Brazil. 
93°17'-93°43' 
146  36-145  46 
119  29  —  118  53 


Urals.  • 
93'  22'  — 93°  45' 
146  4-145  51 
119  20-118  56 
138  14-138  9 
97  44-97  35 


Philippines. 
93°30'-93°57' 
146  27-145  40 
119  20—118  52 


99  11—99 


From  his  numerous  exact  measurements  he  deduces  for  the  angle  0,  or  the  inclination  of  the 
axis,  in  the  Brazilian,  77''  14'  23'' ;  the  Uralian,  77°  31'  20"  ;  the  Philippine,  77°  23'  27".  Kupffer 
made  this  angle  78°  1';  Brooke  &  Miller,  77'  55';  Haidinger  obtained  from  one  crystal  77°  10' : 
and  by  deductions  from  other  measurements  of  4  crystals  77°  29  —77°  57'. 

Dauber  gives  figures  of  fifxy-four  different  crystals.    The  Brazilian  have  usually  the  plane 
and  an  extreme  variety  of  this  form  is  shown  in  f  532.    One  form  from  the  Philippines  is  the 
fundamental  octahedron  1,  -1 ;  another    -1,  or    -1,  ^■-2,  in  slender  prisms  ;  while  others  approach 
the  Uralian  in  form. 

Oomp.— f»bCr=Oxyd  of  lead  68-9,  chromic  acid  31-1  =  100.  Analyses:  1,  Pfaflf  (Schw.  J., 
xviii.  72);  2,  Berzelius  (ib.,  xxii.  54): 


Cr  31-730 
31-50 


tb  67'912  =  99-647  Pfaff. 
68-50  =  100  Berzehus. 
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Yauquelin  discovered  tlie  metal  chromium  in  this  mineral  in  1*794  (1.  c,  1794,  1798,  and  J.  d 
M..  ii.  737). 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  blackens,  but  recover?  itsorig-lnal  color  on  cooling. 
B.B.  fuses  at  TS,  and  on  charcoal  is  reduced  to  metallic  lead  with  deflagTatiou,  leaving  a  residue 
of  chrome-oxyd,  and  giving  a  lead  coating.  "With  salt  of  phosphorus  gives  an  emerald-green  bead 
in  both  flames.  Fused  with  bisulphate  of  potash  in  the  platinum  spoon  forms  a  dark  violet  mass, 
which  on  sohdifyiug  becomes  reddish,  and  when  cold  greenish-white,  thus  differing  from  vanadi- 
nite,  which  on  similar  treatment  gives  a  yellow  mass  (Plattner). 

Obs.— First  found  at  Beresof  in  Siberia,  in  crystals  in  quartz  veins,  or  intersecting  gneiss  or 
granite ;  also  occurs  at  Mursinsk  and  near  Mschne  Tag-ilsk  in  the  Ural,  m  narrow  vems,  craversmg 
decomi^osed  gneiss,  and  associated  with  gold,  pyrite,  galenite,  quartz,  and  vauquelinite ;  in  Brazil, 
at  Congcnhas  do  Campo,  in  fine  crystals  in  decomposed  granite ;  at  Retzbanya  in  Hungary, 
at  the  mine  of  St.  Anthony ;  Moldawa  in  Hungary :  on  Luzon,  one  of  the  Philippines,  whence 
crystals  were  received  by  the  author  in  from  El  Senor  Roxas  of  Manda,  and  understood  to 

be  from  the  northern  peninsula  of  Luzon  ;  according  to  Dr.  Hochstetter,  at  the  mines  of  Labo, 
in  the  Province  of  North  Camarines.  on  the  southeastern  peninsula  of  Luzon  (Dauber). 

Tliis  species  was  first  noticed  by  Lehman  (1.  c).  The  name  CrocoUe  is  from  kooko^^  saffron. 
Berthier,  in  1832,  gave  the  word  the  bad  form  Crocoise,  which  ^on  Kobell  altered  (to  make  it  con- 
formable to  ordinary  mineralogical  nomenclature)  in  1838,  to  Crocoisite,  and  Breithaupt,  in  1841, 
to  Crocoite  (Krokoil),  and  v.  Kobell  also  to  this  last  mentioned  form  in  his  later  works.  Haus- 
mann's  Callochrome  has  the  priority ;  but  as  the  name  is  a  poorer  one,  not  mineralogical  in  form, 
and  the  species  was  not  one  instituted  by  Hausmann,  we  allow  Crocoite  to  stand. 

643.  PHCE3NICOCHROITE.  Melanochroit  Hermann,  Pogg.,  xxviii.  162,  1883.  Phoeniko- 
chroit  Glocker,  Grundr.,  612,  1839.  Subsesquichromate  of  Lead  Thorn.  Phoenicit  Haid., 
Handb.,  504,  1845. 

Orthorhombic  ?  Crystals  usually  tabular,  and  reticularly  interwoven. 
Cleavage  in  one  direction  perfect.    Also  massive. 

H.  =  3  — 3'5.  G.  =  5-T5.  Lustre  resinous  or  adamantine,  glimmering. 
Color  between  cochineal-  and  hyacinth-red  ;  becomes  lemon-yellow  on 
exposure.    Streak  brick-red.    Subtranslucent — opaque. 

Comp.— tb^  Cr-=Chromic  acid  23-1,  protoxyd  of  lead  76-9  =  100.  Analysis  :  Hermann  (Pogg., 
xxvhi.  162) : 

Chromic  acid  23-31  Protoxyd  of  lead  76-69  =  100. 

The  same  result  was  obtained  by  G.  Rose  (Jahrb.  Min.  1839,  575). 

Pyr.,  etc. — B.B.  on  charcoal  fuses  readily  to  a  dark  mass,  which  is  crystalline  when  cold.  In 
R.F.  on  charcoal  gives  a  coating  of  oxyd  of  lead,  with  globules  of  lead  and  a  residue  of  chrome- 
oxyd.    Gives  the  reaction  of  chrome  with  fluxes. 

Obs. — Occurs  in  hmestone  at  Beresof  in  the  Ural,  with  crocoite,  vauquelinite,  pyromorphite, 
and  galenite. 

Xamed  MtlanochroHe  by  Hermann,  from  /isXa,,  hlack,  and  ■x"'^^^  color.  But.  as  the  color  is  red, 
and  not  black,  and  the  name  is  therefore  false  to  the  species,  Glocker  changed  it  to  Phoenicochro- 
lie,  from  (i-ju  (/f.u-,  deep  red.  and  -xooa  ;  and  in  this  he  is  foUowed  by  Hausmann.  The  abbreviated 
form  phcenicite  is  bad,  because  it  is  too  much  like  the  name  of  another  mineral,  phenacite. 

644.  VAUQUELINITE.    Yauqueline  Berz.,  Afh.,  vi.  100,  1818.    Vauquelmite  j5erz.,  N.  Syst. 

Min.  Paris,  202,  1819.    Chromate  of  Lead  and  Copper. 

Monoclinic.  Crystals  usually  minute,  irregularly  aggregated.  Twins  : 
annexed  figure  ;  composition-face  a  plane  on  the 
acute  solid  angle  :  O  A  0  (of  the  two  individuals) 
=134:°  30' ;  OA  {-1=14:9°  nearly.  Alsoreniform 
or  botryoidal,  and  granular ;  amorphous. 

H.  =  2'5— 3.  G.  =  5-5  — 5'T8.  Lustre  adaman- 
tine to  resinous,  often  faint.  Color  green  to  brown, 
apple-green,  siskin-green,  olive-green,  ochre-brown. 
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liver-brown  ;  sometimes  nearly  black.  Streak  greenish  or  brownish.  Faintly 
translucent — opaque.    Fracture  uneven.    Hatlier  brittle. 

Oomp.— Cu=^  Cr2+2  W  Cr^^CCu.  Phf  Cr-=0x3^d  of  lead  61-4,  oxyd  of  copper  10  9,  chromic 
aeid   7*7  =  100,    Analysis  by  Berzelius  (1.  c): 

Cr  28-33  60-37  Cu  10-80  =  100. 

Pyr.,  etc. — B.B.  ou  charcoal  slightly  iutumesces  and  fuses  to  a  gray  submetallic  globule,  yielding 
at  the  same  time  small  globules  of  metal.  With  borax  or  salt  of  phosphorus  affords  a  green 
transpareut  glass  in  the  outer  flame,  which  in  the  iuner  after  cooling  is  red  to  black,  according  to 
the  amount  of  mineral  in  the  assay;  the  red  color  is  more  distinct  with  tin.  Partly  soluble  in 
nitric  acid. 

Obs. — Occurs  with  crocoite  at  Beresof  in  Siberia,  generally  in  mammillated  or  amorphous 
masses,  or  thin  crusts ;  also  at  Pont  Gibaud  in  the  Puy  de  Dome ;  and  with  the  crocoite  of 
Brazil. 

At  the  lead  mine  near  Sing  Sing  it  has  been  found  by  Dr.  Torrey  in  green  and  brownish-green 
mammillary  concretions,  and  also  nearly  pulverulent;  and  at  the  Pequa  lead  mine  in  Lancaster 
Co.,  Pa.,  in  minute  crystals  and  radiated  aggregations  on  quartz  and  galenite,  of  siskin-  to  apple- 
green  color,  with  cerussite. 

Xamed  after  Yauqueliu,  the  discoverer  of  the  metal  chromium,  and  also  the  first  one  to  notice 
the  crystals  of  this  siDCcies  (J.  d.  M  ,  No  VI.  i.  760). 

John  aescribes  a  greenish  or  brownish  chromo-phosphate  of  lead  and  copper  (chromphosphorkup- 
ferbleispath)  from  Beresof,  Siberia,  as  occurring  in  small  crystalline  concretions,  having  the  surface 
covered  with  capillary  prisms ;  H.  =  2  — 3;  opaque  to  subtranslucent ;  fracture  uneven;  powder 
dull  greenish.  Analysis  afforded  (Jahrb.  Min.  1845,  67)  tb  Cr  45-0,  ?b  l!)-(»,  Ou  11-20,  P  4-10, 
Cr  7-50,  manganese  ir,,  H  1-78,  impurities  11-42.  To  a  large  extent  soluble  in  nitric  or  muriatic 
acid.    It  is  probably  only  an  impure  vauqueliuite. 

645,  JOSSAITE  Breith.  (B.  H.  Ztg,,  xvii.  54.  18.^8).  From  Beresof,  occurring  in  small  orange- 
yellow  crystals  with  vauqueliuite.  Described  as  ortliorhombic.  with  /  A  7=1  It —  US',  and  traces 
of  prismatic  cleavage;  the  lustre  between  vitreous  and  waxy;  streak  duU  yellowish-wliite ;  II.  = 
3-n:  Gr.  =  5-2.  According  to  Plattnor,  it  gives  the  reactions  of  chromic  acid  and  oxyds  of  lead 
and  zinc. 


646.  PETTKOITE.    Pettkoit  A.  Faulinyi,  Jahrb.  Min.  1867,  457. 

Isometric.  Common  form  the  cube  ;  also  f.  6,  and  f.  6  with  planes  of 
the  dodecahedron.    Cleavage  :  none  distinct. 

H.=2'6.  Lustre  bright.  Color  pure  black.  Streak  dirty  greenish. 
Fracture  uneven.    Taste  sweetish. 

Comp. — An  acid  sulphate  of  iron;  0.  ratio  for  Fe  :  Fe  :  S  :  H=l-5  :  13*5  :  27  :  1-5.  Allowing 
for  some  hydrated  oxyd  of  iron  as  impurity  (about  lOo  p.  c,  as  _l'51  of  water  would  require  91 
of  Fe  for  limonite),  the  formula  may  be  (Fe^,  Fe)  S",  with  Fe^  :  Fe=l  :  7.  Analysis:  A. 
Pauhnyi  (1.  c.) : 

S  45-32  ffe  44-92  Fe  6-66  1-51  =  98-41. 

Pyr.,  etc. — In  a  closed  tube  yields  water,  B  B,  on  charcoal  yields  a  magnetic  mass ;  with 
soda  gives  the  sulphuric  acid  reaction.  Wholly  soluble  in  hot  water,  with  a  deposit  of  a  floccu- 
lent  reddish-brown  precipitate.    Soluble  in  dilute  muriatic  acid. 

Obs. — From  Kremnitz,  in  a  breccia,  along  with  iron-vitriol  (inelanterite),  in  crystals  from  the 
size  of  peas  to  millets,  and  in  graius.    Named  after  Bergrath  v.  Pettko, 

647.  ALUMIAN.    Breith.,  B.  H.  Ztg.,  xvii.  53,  1858. 

Rhombohedral  ?   Crystals  microscopic.    Cleavage,  traces.   Also  massive. 
H.  =  2— 3.    G.  =  2-Tb2— 2-TSl.     Lustre  of  small  crystals  vitreous;  of 
masses  weak.    Color  white.  Subtranslucent., 
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Comp. — ^1  (?)= Sulphuric  acid  60*9,  alumina  39-1.  According  to  Utenddrffer's  determina- 
tions (1.  c),  contains  37-38  p.  c.  of  alumina,  with  sulphuric  acid,  and  no  water. 

Pyr.,  etc. — B.B.  unaltered ;  only  hygroscopic  water  given  off,  but  at  a  high  temperature  sul- 
phuric acid,  which  may  be  detected  by  litmus  paper.    With  cobalt  solution  a  fine  blue. 

Obs. — From  mines  in  the  Sierra  Almagrera,  southern  Spain. 
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ARRANGEMENT  OF  THE  SPECIES. 


I.  Oxygen  ratio  for  bases  and  acid  1:3;  the  species  coming  under  the  gen- 
eral formula  RS+^^aq,  Ss^n  aq,  or  (&^,uy§,^+n  aq. 


1. 

650. 
651. 
652. 


A.  Sulphates  of  Elements  in  the  Protoxyd  state. 
Contain  ammonium.    Orthorhombic,  with  JA  7=100° — 108°. 


Mascagnite  N     0  S + H 

BOUSSINGAULTITE      (?)  N       0,  Mg,  S,  H 

Lecontite  (Na,  K,  N  H*  0)  S + 2 IC 


SOslOsKNHOs+aq 
S02|ie2l(Na,E;NH4)2  +  2aq 


2. 
653. 


654. 
655. 
656. 
657. 
658. 
659. 

4. 

660. 


661. 
662. 
663. 


Contain  sodium,  without  magnesium,  calcium,  or  iron. 

MiEABiLiTE  Na  S+ 10  H  S  OsjeallNaa  + 10  aq 

Contain  calcium  or  magnesium,  with  or  without  the  alkaline  metals ;  less  than  4  of     to  1 
of  S.    Monoclinic  or  orthorhombic. 


Gypsum  Ca  S  +  2  fl 

KlESEBITE  Mg  S  +  fl! 

POLTHALITE  (f  Ca  +  i  Mg  +  i  K)  S  +  ^  fl 

Mamaxite  (§Ca  +  |Mg  +  iK)S  +  ifi 

PiCROMERITE  Mg + K)  S  +  3  H 

Blcedite  (i  Mg+ i-  Na)  S  +  2  fl 

Bases  and  water  as  in  section  3.    Crystals  tetragonal. 

LcEWEiTE  (i  Mg+ i  Na)  S + li  3 


S02ie2l|ea  +  2aq 
Se.||e.|Mg+aq 

S  e^llOsia  £2  +  fea+i  Mg)4-i  aq 
S  e.ie^Ki  K.  +  i€a+ 1  Mg)+i  aq 
602||0.||(iK2+iMg)  +  3aq 
SO40.|(iNa2+iMg)+2aq 


SOalO^KiNa^+iMgHliac 


EPSOMITE  GROUP.    Contain  magnesium,  iron,  manganese,  etc. ;  4-7  of  fl  to  1  of  S. 
Orthorhombic:  /A  7=90"— 93°. 


Epsomite 

Tadpjscite 

Fauseette 


MgS4-7fl 
FeS-)-7fl 

(iMn  +  iMg)S  +  5a 


6e.|02||Mg+7aq 
S02l|e,|Fe+7aq 
Se2|02l(iMg  +  |Mn)  +  5aq 
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6.  COPPERAS  GROUP.    Basic  elements  and  water  as  in  section  5.    Mouocliuic,  with  /  A  7= 
82°-92  ;  or  triclinia 


664. 

Melaxteritb 

FeS+7S 

Se2l|e2||Fe  +  7aq 

665. 

PlSANITE 

(Fe,  Cu)  S  +  7  fl 

SO.||e,|l(Fe,  eu)+laq 

6G6. 

GOSLARITE 

2nS  +  7H 

beo|e,liZn+7aq 

667. 

BlEBERITE 

CoS-t-7H: 

SO,|ie2||€o+7aq 

668. 

MORENOSITE 

NiS+7H 

SO.||e,|^fi+7aq 

669. 

Chalcanthite 

CuS  +  5H 

SO,i02i€u+5aq 

7.  CYANOCHROITE  GROUP.    Contain  copper  and  potassium. 

670.  CyAxVOGHROIte.       (iK+iCu)S  +  3H  SOalOsKi  Ko  +  ^eu)+3aq 

B.  Sulphates  of  Elements  in  the  Sesquioxyd  state,  or  Sesquioxyd  and  Protoxyd. 

8.  ALUNOGEN  GROUP.    0.  ratio  for  Jj,  Si,  5=1  :  3  :  9  to  1  :  3  :  18. 

671.  Alunogen  ^IS'+ISH  SOsiOai/^Al+e  aq 

672.  COQUIMBITE  3PeS'+9  fi  SOaiOziiFe+S  aq 

9.  ALUM  GROUP.    0.  ratio  for  R,  K,  S,  fi=l  :  3  :  12  :  24;  for  bases,  acid,  and  water,  1  : 

3  :  6.    Crystals  isometric. 

67.S.  TSCHERMIGITB         (i  (N  H*  0)' + 1  ^1)  S' + 18  S  021021(1  (N  H4),  +  f/3Al)  +  6  aq 

674.  Kalinite  (iK»+f  3^1)S'+18H  SOaiOalKi  K2 +  f /5Al)+6  aq 


10.  VOLTAITE  GROUP.    0.  ratio  for  R,  B  not  1  :  3 ;  for  bases,  acid,  and  water,  1:3:4. 
Crystals  isometric. 


675.  VOLTAITE 

676.  Blakeite 


(Fe^Fe)S^+12fi 


Se2i02l(Fe,/3Fe)+4aq 


11.  HALOTRICHITE  GROUP.  0.  ratio  for  S,  S,  fi=l  :  3  :  12  :  22;  for  bases,  acid,  and 
water,  1  :  3  :  5|.  Crystallization  orthorhombic  or  monoclinic,  usually  fine  fibrous  or 
acicular. 

This  group  is  related  in  ratio  to  the  Alum  group,  it  differing  only  in  22  instead  of  24  of 
water.  But  the  real  difference  may  be  much  greater,  and  this  is  rather  to  be  inferred 
from  the  unusual  ratio  for  the  water.  If  2  of  the  22  of  water  are  basic,  the  0.  ratio  for 
bases  and  acid  is  then  1  :  2,  and  for  bases,  acid,  and  water,  1:2:  2>\.  The  formulas  of  the 
species  below,  based  on  this  ratio,  would  have  the  general  form  (^(ft,  H)^-ri  Al)  S'^+IO 
H  ;  or,  in  the  new  system,  S  eilOsH  (i  (H2,  R)  +  i  /?  Al)4-3i  aq. 


677.  Mendozite 

678.  PlCKERINGITE 

679.  Apjohnitb 

680.  bosjemanxite 

681.  Halotrichitb 


a  Na^  + 1^1)8=^^16^5 
(i  Mg=»  +  f  Al)S^+16i5 
(iMn'  +  f  ^1)  S^+16i5 
a  ( Mn^  Mg)  +  f  ^1)  S"  + 1 6i  5 
(1  Fe^+|^l)S'+16ia 


S  Oaie.l  I  Xa2  +  f  /?A1)  +  5^  aq 
S  OolieaIKi  Mg+f  /?A1)  +  U  aq 
S  OallO.Ki  Mn+f  .-?A1)  +  5i  aq 
S02ie2i(KMn,Mg)+f.5Al)  +  5iaq 
S02ie2l(iFe+f/?Al)+5iaq 
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12.  RCEMERITE  GROUP. 
6S2.  RcEiiERiTE  (iFe'+f  3Pe)S'+12B[  Se2|e2l(iFe+f /?Fe)  +  3  aq 

II.  Sulphates,  with  oxygen  ratio  of  bases  and  acid  1  to  less  than  3  ;  not  con- 
tain iug  Copper  or  Uranium. 

The  copper  and  uranium  hydrous  sulphates  are  of  uucertain  formulas,  and  are  therefore  placed 
by  themselves.  There  is  also  much  uncertainty  with  regard  to  the  true  formulas  of  the  species 
here  included,  on  account  of  the  doubtful  relations  of  the  water. 

1.  0.  ratio  for  bases  (no  water  included)  and  acid  2  :  5,  2  :  3,  3  :  5. 

683.  COPUPITE  3Fe'S=+12  H(or  18  H)  S5  09iei2l'^Fe6+ 12aq 

684.  Raimoxdite  ^e'    +  7i  H  S  e||04  p¥e^  +  2^  aq 

685.  FiBROFERRiTE  3Pe^S^+27E[  S5  06|OifcI|)'Fe9  +  27aq 

686.  Apatelite  3Pe'S'  +  2H:  SsOeiOifcl  Fe9  +  2aq 

2.  0.  ratio  for  bases  (no  water  included)  and  acid  1  :  2. 

687.  BoTRYOGEN  (i  Fe^  +  f  3Pe)  S'+9  H  S2  OsIOeKFe, /?Fe)3+9  aq 

3.  0.  ratio  of  bases  (water  excluded)  and  acid  1  :  1^  to  1  :  1 ;  but  if  some  water  be  made  basic, 

1  :  1  for  all,  as  in  the  formulas  below. 

688.  Alumtnite  ^18  +  9  H  S||e6l|3Al3  +  9  aq 

689.  Alunite  (i(K,S)3  +  f  3^1)S  +  fl  Slie6l(i(K.,,  H2)+f  ;5Al)3  +  aq 

690.  LowiGiTE  (i(K,  £[)3+f  ^l)S+lf  i[  S||e6||(i(K2,H2)+f?Al)3  +  lf  aq 

691.  Jarosite  (i  (K,  Na,  H)^  +  4Fe)  S  +  ft        Sie,||(i(R„H2)+f^^i^l)3  +  l*aq 

692.  Carphosiderite  (iH^+iFe)S  +  2H  SfOeKi H^  +  f /?Fe)3  +  2 aq 

The  species  Cojnapite,  Eaitnondite,  Fibroferriie,  Botryogen,  may  be  here  included,  if  part  of  the 
water  is  basic. 

4.  0.  ratio  of  bases  and  acid  1  to  less  than  1. 

693.  PARALmiTNiTE  ^PS+lSfl  /Ji^le  e3|06l|S+ 1 5  aq 

694.  PISSOPHAXITE  ?(^l,Pe)^S  +  ]5a  /?(A1,  Fe)6  0210618+ 15  aq 

695.  Felsobanyite  ^PS  +  10H  /Jt^U  OalOelS+lO  aq 

696.  Glockerite  Fe-S  +  6H  /!?Fe6  03iOc|JS+6  aq 

697.  Lamprophaxitb 

III.  Sulphates,  with  oxygen  ratio  of  bases  and  acid  1  to  less  than  3.  Contain- 
ing Copper,  Lead,  or  Uranium. 

By  making  part  of  the  bases  accessory  hydrates,  instead  of  basic  to  the  acid,  the  formulaa 
may  be  varied  ad  libitum.    Only  one  of  the  possible  forms  is  here  given. 

1.  Containing  lead  or  copper. 

7'iO.  Linarite  l»bS  +  Cufl 

701.  Brochantitb  CuS  +  2|Cufl: 

702.  Langite  CuS  +  3CuH:  +  S 

703.  CyA^-OTRICHITE  OuS  +  (Cu^  Xl)H3+12  3 
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2.  Sulphates  of  Uranium. 

1.  Unisulphates. 

705.  JoHAXXiTE  (f  (U^^)+iCu^)S+H"f^  S|ieo|f^€u  +  |(F,  .3F))3  +  Haq 

70d.  Ueaxochalcite  (f  (U=*,  U)  +  iCa')S4-iCuS  +  9H  Sia.iviea  +  K^^, /^tf  j)3  +  Q-0  aq 

707.  Medjidite  (?)(i0  +  iCa^/ST-T^n  Sie6|(^ea+i.?tf)3  +  7^  aq 

2.  Sub-sulphates. 

7. '8.  ZiPPEiTE  (U,         S-  +  S  H  (or  6H)  (eu,  S^),  BJIO^^'^.  +  S  (or  6j  aq 

700.  TOGLIANITE  (iJ^  U)-  S  4-  2  H  (U,         ^slOs        2  aq 

710.  Uracoxite  ^^S^4|H  ^JtsOelOs  |5  +  43  aq 

lY.  TELLUKATES. 

711.  MoxTAXiTE         BiTe  +  2fl:  Teje6|l^Bi3^2  aq 

^/y^jenfZ/x.— Selenates  ? 
712  Kerstexite 


650.  MASOAGNITE.  Ma-scagni,  Dei  Lagoni.  etc..  in  Siena,  1779.  Sel  ammoniac  vitriolique, 
Sel  ammoniac  secret  de  Glauber  (fr.  Solfatara  near  Xaples).  Sage,  Min.,  i.  62,  1777.  Ammoniaque 
sulfatee  Fr.    Sulphate  of  Ammonia.    iMaskagnin  Karst,  Tab.,  40,  75,  ISOO. 

Ortliorliombic.  I /\  7=107"  40',  0  A  1-1  =  122'  56',  a  :h:  c=l-513T  : 
1  :  1-36S0.    Cleavage  :  i-l  perfect ;  0  imperfect. 

0  A  1-1=150°  31:'  A  i-z,  l:)as.,  =  5S"  52'      i-2  A  ^2  =  111'  15' 

0  A  1-^  =  125  31:         |-l  A  |-i  =  llS  52  J  A  i  over  /,  =  ST  26 

Usually  in  mealy  crusts  and  stalactitic  forms. 

B[.  =  2— -2*5.  &.  =  l-72— 1*73.  Lustre  when  crystallized,  vitreous.  Color 
yellowisli-gray,  lemon-yellow.    Translucent.    Taste  pungent  and  bitter. 

Comp.— XH^  OS -fH= Sulphuric  acid  53-3.  ammonia  34-7,  water  12-0=100. 

Pyr.,  etc. — In  the  closed  tube  yields  water  and  is  sublimed ;  with  lime  gives  off  ammonia 
vapors.    Dissolves  readil}' in  water,  and  gives  with  baryta  salts  a  precipitate  insoluble  in  acids. 

Obs. — Occurs  about  volcanoes,  in  the  fissures  of  the  lava,  as  at  Etna,  Vesuvius,  and  the  Lipari 
Isles,  and  is  also  one  of  the  products  of  the  combustion  of  mineral  coal. 

Xamed  after  Professor  Mascagni. 

651.  B0US5IXGAULTITE.    E.  BecJi>\  C.  R,  Iviii.  5S3,  1864. 

A  sulphate  of  ammonia  with  part  of  this  alkali  replaced  by  magnesia.   Crystals  resemble  those 
of  mascagnite,  but  isomorphism  with  that  species  has  not  yet  been  estabhshed. 
Occurs  about  the  boric  acid  fumaroles  of  Tuscany. 

652.  LEOONTITE.    W.  J.  Taylor,  Am.  J.  ScL,  n.  xxvi.  273,  1858. 

Ortliorliombic.    In  prismatic  crystals,  long  or  short.    /A /(c ale.  from 
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{-^  A  i-2)  =  103°  U\  0  A  l-fcll7^  7' ;  I A  ^-2  =  160°,  ^-2  A  ^-2  =  115°,  f  I  A  J-I 
=127°  30'-128°,  or  over       52°-52°  30^  Dana. 

H.=2— 2"5.  Lustre  vitreous.  Colorless,  when  pure,  and  transparent. 
Taste  saline  and  ratlier  bitter.    Permanent  in  the  air. 

Comp.— RS+2  H  or((Xa,  K),]SrH*0)  S+2H.    Analysis  by  Taylor  (1.  c): 

S         "NH^O         Xa         K  fl 
44-97         12-94         17  06       2  67  19-45 

With  2-80  organic  residue,  O'll  inorganic  id.,  and  P  trace. 

Pyr.,  etc. — Only  partially  sublimed  in  the  closed  tube,  but  otherwise  reacts  like  mascaguite. 

Obs. — From  the  cave  of  Las  Piedras,  near  Comayagua,  Central  America,  imbedded  in  a  black 
mass  made  up  of  the  excrement  of  bats.  The  crystals  often  have  a  coating  of  organic  matter. 
The  cave  is  worked  for  the  nitre,  which  the  earth  of  the  floor  near  its  mouth  aflbrds  by  lixivia- 
tion. 

Named  after  Dr.  John  L.  Le  Conte. 

An  artificial  salt  of  similar  general  formula,  but  having  ammonia  and  potash  as  its  bases,  is 
well  known  (Gmelin's  Ch.,  ill  1 1 9). 


653.  MIRABILITE.  Glauber  Salt.  Sal  mirabile  Glauber  (the  artificial  salt  at  the  time  of  its 
first  formation).  Naturhches  Wundersalz,  Glaubersalz,  Germ.  Glauber  Salt.  Sulphate  of 
Soda.    Sonde  sulfatee  Fr.    Mirabilite  Eaid.,  Handb.,  488,  1845. 

Gediegen  Glaubersalz  (fr.  Saidschitz  and  Sedlitz)  ^«iy^5,  Crell's  Ann.,  1791,  iL  18;=Xatur- 
.liches  Bittersalz  pt.  Lenz,  Min.,  i.  489,  1794;=Ileussin  Karst.,  Tab.,  40,  1800. 
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Monoclinic.  67=72°  15^  I A  7=86°  31,  0  A  l-i 
=rl30°  19^;  a:h:  c=l-1089  :  1  :  0'8962.  Ob- 
served j)lanes  as  in  the  annexed  figure. 


0  Ai-i=107°  45' 
0  A  i-i^Ul  34 
6>  A  l-^=:rl22  5 
O  A  -hi=165  41 
0  A  2-1=113  0 


1  A  1,  front,  =  93°  12' 
-1  A -1,  front,  =  110  42 
i-i  A  1-?:=130  10 
i-i  A  *-^=104  41 


Usually  in  efilorescent 
Transparent 


Cleavage :  i-i  perfect, 
crusts. 

H.  =  l-5— 2.    G.= 1-481.    Lustre  vitreous.    Color  white. 
— opaque.    Taste  cool,  then  feebly  saline  and  bitter. 

Comp.— XaS  + 10 H= Soda  19-3,  sulphuric  acid  24*8,  water  55-9=100. 

Analyses:  1,  Rivot  (Ann.  d.  K,  V.  vi.  558):  2,  Moissenet  (ib.,  xvii.  16):  3,  How  (Ed.  Phil. 
J.,  II.  vi.  54): 


1.  Guipuzcoa,  Spain 

2.  St.  Rambert,  France 

3.  Windsor,  N.  Scotia 


S  24-8       Na  19-5 
26-0  20-0 
44-54 


Mg  0-5 
0-7 


Ca  0-3 
HCl  tr. 


H  54-n  Rivot. 
5H-3  Moissenet. 
55-46  How. 


Pyr.,  etc. — In  the  closed  tube  much  water;  gives  an  intense  yellow  to  the  flame.  Very 
soluble  in  water ;  the  solution  gives  with  baryta  salts  the  reaction  for  sulphuric  acid.  Falls  to 
powder  on  exposure  to  the  air,  and  becomes  anhydrous. 

Obs. — Occurs  at  Ischl  and  Hallstadt  in  Austria;  also  in  Hungary,  Switzerland,  Italy;  at 
Guipuzcoa  in  Spain,  etc.;  abundantly  at  the  hot  springs  at  Carlsbad;  at  Kailua,  on  Hawaii, 
Sandwich  Islands,  abundant  in  a  cavern,  and  forming  from  the  action  of  volcanic  heat  and  gasea 
on  salt  water.  Effloresces  with  other  salts  on  the  limestone  below  the  Genesee  Falls,  Rochester, 
N.  Y. ;  at  Windsor,  Nova  Scotia ;  also  near  the  Sweetwater  River,  Rocky  Mountains. 

The  artificial  salt  was  discovered  by  Glauber,  a  German  chemist,  about  the  middle  of  the 
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seventeenth  century,  while  he  was  operating  with  sulphuric  acid  and  common  salt;  and  the  name 
sal  mirahile  was  his  own  expression  of  surprise  at  its  formation. 

Taking  the  plane  \-i  as  2-i,  the  axes  are  nearl}^  those  of  pyroxene,  becoming  a  :  &  :  c=0-55445  : 
1  :  0-89G2. 

The  so-called  Rev.ssin  is  impure  glaubcr  salt,  as  pronounced  by  Reuss  in  1791,  after  his  early 
study  of  it.  It  occurred  as  a  deposit  of  crystals  and  efflorescent  crusts  in  or  about  the  mineral 
springs  of  Saidschitz  and  Sedlitz,  and  according  to  Reuss  was  most  abundant  near  the  end  of  the' 

firing.  The  crystals  (some  of  which  were  i  to  2  in.  long)  had  the  form  of  stout  H-sided  prisms, 
with  two  sides  smaller  than  the  others,  terminating  in  two  rhomboidal  planes — the  form  of 
glauber  salt.  It  is  stated  to  have  become  a  white  powder  on  the  expulsion  by  heat  of  the  crys- 
tallization-water. The  analysis  was  made  first  on  a  solution  of  the  salt,  and  afterward  on  the 
elhorescod  salt,  which  contained  as  a  result  of  efflorescence  (the  usual  result)  no  water ;  and 
lieuce  the  amount  of  water  was  not  ascertained.  Crystals  reproduced  from  the  solution  lost  more 
tlian  half  their  weight  when  heated  to  redness;  corresponding  with  the  fact  that  both  glauber 
salt  and  epsomite  contain  more  than  oO  p.  c.  of  water.  The  analysis  afforded  Reuss  Xa  S  GG'O-i. 
Mg  §  31-55,  MgCl  2-19,  Ca  S  0-42;  which,  adding  the  water  and  excluding  the  Mg  CI,  corresponds 
to  t38'0  of  glauber  salt,  31'T  of  epsomite,  and  0*3  of  gypsum=  100. 

ExAXTHALOSE  Beucl.  (Tr.,  ii.  47o,  1832)  is  a  white  efflorescence,  such ^ as  results  from  the  expo- 
sure to  the  air  of  glauber  salt,    Beudant  obtained  the  composition  Xa  S  +  2  H  from  the  analyses  : 

1.  Vesuvius  S  44-8       Na  85-0       fi:  20-2 

2.  Hildesheim  42-5  33-4  18'8 

The  Vesuvian  mineral  was  from  the  lavas  of  1813,  according  to  Beudant.  It  was  named  from 
ef tf^iw,  to  effloresce,  and  aXi,  salt. 

654.  GYPSUM.  Vvipig  [r=mostly  burnt  Gypsum]  Herodotus,  Plato,  Theophrasius.  Ee^^ji^irr/f, 
'Aihooat>r]vov,  Dioscovides,  V.  152,  159.  Lapis  specularis  (principal  part).  Gypsum  (=burnt  gyp- 
sum only),  Plin.  Lapis  specularis,  Gypsum,  ae^rivirrj^,  Germ.  Gips  an(Z  Franeneis,  Ital.  Lumen 
de  Scaiola  [Scagliola],  Agricola,  Foss.,  251,  Interpr.,  465,  1546.  Glacies  Marise,  Marienglas 
[=Selenite],  Gips,  Gypsum,  Alabastrum  (fine  grained  G.),  Selenites  (cryst.  G.),  Wall.,  Min., 
50,  1747.  Marmor  fugax  Linn.,  Syst.,  1736.  Gypsum,  Terra  calcarea  acido  vitrioli  saturata. 
Alabaster,  Selenites,  Cronst,  Min.,  18,  1758.  Gips,  Gyps,  Fraueneis,  Wern.  Gesso  Ital 
Yeso  Span.  Sulphate  of  Lime,  Alabaster,  Plaster  Stone.  Chaux  sulfatee,  Albatre,  Fr.  Satin 
Spar.  Montmartrite  Belametlu  Legons,  ii.  380,  1812. 
Perhaps  in  part  'AXa/Jaarpix/yf,  Theophr.,  Plin. 

Monoclinic.  C=66°  14',  if  the  vertical  prism  /  (see  f.  537)  correspond 
to  the  cleavage  prism  (second  cleavage),  and  the  basal  plane  0  to  the  direc- 


tion of  the  third  cleavage.  7  A  7=138°  28',  l-i  A  14=128°  31' :  a:h:c 
=0-9  :  1  :  2-1:135.    Observed  planes  :  0  (truncates  the  edge  2-1/2-1)  {a)  ; 
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vertical,  i-\  {h\  i-i  {t),  I  (n),  i-^  {x\  i-h  (.$) ;  clinodomes,  2-1  (m,  or/),  34^ 
J4,  4-1  (A),  fl,  5-^,  6-1  (^),  74,  9-^ ;  'hemidomes,  1-i  \d\  2-/,  3-^  (6),  ^-i ; 
octahedral,  1  (Z),  2  ('y),  3  (^^),  3-3  {w\  3-3  (y,  or  A.-). 

6>  A^'-^  =  66°  14'  6>  A  3-^=:88°  8'  1  A  7=122°  17' 

(9  A  l-z'=127  44  6^  A  2-1=145  41  1-i  A  ^-^=113  30 

6>  A  3-ii=87  58  Oh  4-t=:126  12  i-l  A  7=110  46 

6>  A  1  =  125  35  1  A  1  =  143  42  a  A  1  =  108  9 

0  A  7=67  52  2-1  A  2-1=111  42  i-\  A  2-^  =  124  19 
O  A  2=98  46 


Cleavage :  (1)  i\  or  cliiiodiagonal,  eminent,  affording  easily  smooth  pol- 
ished folia;  (2)  7,  imperfect,  fibrous,  and  often  apparent  in  internal  rifts  or 
linings,  making  with  0  (or  the  edge  2-^2-1)  the  angles  66°  14'  and  113° 
46',  corresponding  to  the  obliquity  of  the  fundamental  prism  ;  (3)  0,  or  the 
base,  imperfect,  but  affording  a  nearly  smooth  surface.  Twins  :  1.  Composi- 
tion-face 0  (f.  538),  occurring  (A)  in  the  form  repre- 
sented in  f.  535,  having  then  the  reentering  angle  104° 
32',  and  the  cross-lining  of  the  second  cleavage  (or 
that  parallel  to  7)  in  the  directions  cv^  vg^  meeting  . 
in  the  angle  C'y^=132°  28',  or  twice  66°  14';  also 
occurring  (B)  in  a  form  made  up  of  planes  2-1  and  7 
(instead  of  2-z,  1),  and  having  a  reentering  angle  of 
132°  28',  at  the  opposite  end  of  the  crystal,  the  cleav- 
age lines  being  parallel  to  the  sides  of  the  reentering 
angle.  2.  Composition-face  1-%  or  edge  1  /I  [—1/1)^ 
reentering  angle  made  between  edge  7/7  (=7^  / n)  of 
each  part,  =  123°,  or  double  the  supplement  of  1-i  on 
edge  7/7 (which  equals  61°  30') ;  twins  of  this  second 
kind  often  lenticular ;  also  like  f.  539  (compare  with  f.  537)  the  reentering 
edges  made  of  the  planes  7  (?i),  and  the  outer  convex  edges  either  of 
planes  1  (^)  and  3-^  {e)  blended  together,  and  meeting  at  extremity  in  an 
angle  of  25-J-°,  or  of  planes  1  and  2-^,  and  having  the  angle  at  extremity 
55°;  the  interior  cleavage  lines  parallel  to  7,  having  the  directions  cv^  vg^ 
meeting  the  axis  at  61-|^°,  or  one  another  in  the  angle  123°.  Simple  crys- 
tals often  with  warped  as  well  as  curved  surfaces.  Also  foliated  massive; 
lamellar-stellate  ;  often  granular  massive  ;  and  sometimes  nearly  impal])able. 

H.  =  l*5  — 2.  G.  =  2  314— 2'328,  when  pure  crystals.  Lustre  of  i-\ 
pearly  and  shining,  other  faces  subvitreous.  Massive  varieties  often  glis- 
tening, sometimes  dull  earthy.  Color  usually  white ;  sometimes  gray, 
flesh-red,  honey-yellow,  ochre-yellow,  blue ;  impure  varieties  often  black, 
brown,  red,  or  reddish-brown.    Streak  white.    Transparent— opaque. 

Var. — 1.  Crystallized,  or  Selenite;  either  in  distinct  crystals,  or  in  broad  folia,  the  folia  some- 
times a  yard  across  and  transparent  throughout. 

{b)  An  arenaceous  variety  occurs  in  Sussex,  N".  Brunswick,  the  crystals  containing  much  sand, 
which  is  often  regularly  arranged  within  them  (0.  C.  Marsh). 

2.  Fibrous;  coarse  or  fine,    (a)  Satin  spar,  when  fine-fibrous  a  variety  which  has  the  pearly 
opalescence  of  moonstone;  (b)  plumose,  when  radiately  arranged. 

3.  Massive;  Alabaster,  a  fine-grained  variety,  either  white  or  delicately  shaded;  scaly-granit- 
lar ;  earthy  or  rock-gypsum,  a  dull-colored  rock,  often  impure  with  clay  or  carbonate  of  hme,  and 
sometimes  with  anhydrite.    The  Montniartre  gypsum  contains  carbonate  of  lime,  and  Delame- 
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therie  called  it  Montmaririte.  A  variety  from  Bovenden,  near  Gottingen,  contains  anhydrite 
(Jahib.  Miu.  1856.  664). 

Oomp.— CaS  +  2  H=Sulphuric  acid  4^i-5,  lime  32-6,  water  20  9=100.  Analyses:  1,  Buchola 
(Gehlen's  J.,  v.  159);  2,  v.  Rose  (Karst.  Min.  Tab.,  53,  1808);  3,  De  la  Trobe  (Rainm.  4th  Suppl., 
89);  4,  5,  Jdngst  (ZS.  nat.  Ver.  Halle,  viii.  48 J);  6,  7,  W.  Hainpe  (B.  H.  Ztg.,  xx.  267): 


S 

Ca 

H 

Si 

Al  5Fe 

1. 

Cryst. 

44-8 

33-0 

21-0 

 =98-8  Bncholz. 

Granular 

44-16 

33-88 

21-00 

 ='.tv04  Rose. 

s! 

Albay.  fibrous 

44-19 

29-41 

20-18 

6-43 

0-64     =rlO0->5  Trobe. 

4. 

Wienrode,  compact 

45-76 

31-87 

19-90 

2-80 

0-60     =  l()()-93  Jiingst. 

5. 

Osterode,  " 

45-95 

32-62 

20-70 

0-42 

0-5U     =100-1'.)  Jiingst. 

6. 

ivMte 

46-61 

32-44 

20-74 

0-15 

 =99-94  Hampe. 

7. 

"  red 

46-50 

31-99 

21-56 

0-45     =100-80  Harape. 

The  siliceous  variety  from  Albay.  Luzon  (Philippine  islands),  was  of  volcanic  origin. 

The  gypsum  of  East  River,  Pictou,  Xova  Scotia,  according  to  Prof  W.  R.  Johnson,  and  that  of 
Southern  Virginia,  according  to  Prof.  W.  B.  Rogers  (Am.  J.  Sci.,  II.. v.  113,  184s),  contain  1  atom 
of  water  to  2  of  sulphate  of  lime  (2  Ca  S  +  H),  the  former  affording  S  54*7,  lime  39-4,  H  5-90,  The 
passage  of  anhydr.ta  iato  gvpsum  is  exe.npliiijJ  on  a  large  scale  in  many  places,  as  at  the 
Canaria  valLy  and  at  Box  in  Switzerland  (Blum  Pseud.,  p.  -^4;  Am.  J.  Sci.,  xlviii.  69).  and  the 
compound  here  described  may  have  been  formed  in  the  course  of  the  transition;  or.  more  prolja- 
bly,  it  is  a  mixture  of  gypsum  and  anhydrite.  This  compound  is  formed  artificially  only  at  a  high 
temperature,  or  above  120  C.  The  incrustations  in  steam-boilers  on  the  ocean  consisr  largely  of 
it,  as  shown  by  J.  F.  W.  Johnston,  and  later  by  R.  Johnson,  who  gave  for  the  composition  of 
one  (Am.  J.  Sci.,  II.  v.  112,  1848),  having  G.  =  2-69.  and  a  fibrous  structure,  Sulphuric  acid  54-25, 
lime  39  67.  water  6  07,  equivalent  to  2  of  Ca  S  to  1  of  H.  T.  L.  Phipson  found  in  one  (Inventor's 
Institute,  Dec,  1867)  Sulphate  of  Hme  65-o,  magnesia  19-0,  water  13-5,  Fe,  Al  0  85,  Xa  CI  0-70, 
sand  U-45  =  i:t9-50;  corresponding  to  1  of  6a  S-r|l  and  1  of  Mg  H  (brucite). 

Pyr.,  etc. — In  the  closed  tube  gives  off  water  and  becomes  opaque.  Fuses  at  2-5  —  3,  coloring 
the  flame  reddish-yellow.  For  other  reactionc,  see  Axhtorite.  p.  621.  Ignited  at  a  temperature 
not  exceeding  260'  0.,  it  again  combines  with  water  when  moistened,  and  becomes  firmly  sohd. 
Soluble  in  muriatic  acid,  and  also  in  400  to  500  parts  of  water. 

Obs. — Gypsum  often  forms  extensive  beds  in  connection  with  various  stratified  rocks,  especially 
limestone^!,  and  marlytes  or  clay  beds.  It  occurs  occasionally  in  crystalline  rocks.  It  is  also  a 
product  of  volcanoes,  occurring  about  fumaroles,  or  where  sulphur  gases  are  escaping,  being 
formed  from  the  sulphuric  acid  generated,  and  the  lime  afforded  by  the  decomposing  lavas — hme 
being  contained  in  augite  and  labradorite.  It  is  also  produced  by  the  decomposition  of  pyrite 
when  lime  is  present;  and  often  about  sulphur  springs  where  sulphuretted  hydrogen  is  emitted, 
this  gas  changing,  through  reaction  with  vegetable  matter,  into  sulphuric  acid.  Gypsum  is  also 
deposited  on  the  evaporation  of  sea-water  and  brines,  in  which  it  exists  in  solution.  Crystals 
may  be  seen  to  form  on  evaporating  a  drop  of  sea-water  in  the  field  of  a  microscope. 

Fine  specimens  are  found  in  the  salt  mines  of  Bex  in  Switzerland  ;  at  Hall  in  the  Tyrol ;  in  the 
sulphur  mines  of  Sicily;  in  the  gypsum  formation  near  Ocaua  in  Spain;  in  the  clay  of  bhotover 
Hill,  near  Oxford;  and  large  lenticular  crystals  have  been  met  with  at  Montmartre,  near  Paris. 
A  noted  locality  of  alabaster  occurs  at  Castelino,  35  m.  from  Leghorn,  whence  it  is  taken  to 
Florence  for  the  manufacture  of  vases,  figures,  etc. 

This  species  occurs  in  extensive  beds  in  several  of  the  United  States,  and  more  particularly 
K  York,  Ohio,  Illinois,  Virginia.  Tennessee,  and  Arkansas,  and  is  usually  associated  with  salt 
springs.    Also  in  Nova  Scotia,  Peru,  etc. 

Handsome  selenite  and  snowy  gypsum  occur  in  N.  York,  near  Lockport  (occasionally  f  532)  in 
limestone  along  \^ith  pearl  spar  and  anhydrite:  also  near  Camillus,  Onondaga  Co.;  occasionally 
crystals  are  met  with  in  the  vicinity  of  Manlius.  In  Maryland,  large  grouped  crystals  on  the  St. 
Mary's,  in  clay;  also  near  t^.e  mouth  of  the  Patuxent.  In  Virginia,  large  beds  of  gypsum  with  rock 
salt,  in  Washington  Co..  1^  m.  from  Abingdon;  also  near  Lynchburg.  In  Ohio,  large  transparent 
crystals  have  been  found  at  Poland  and  Caufield,  Trumbull  Co.  In  T-jin..  s-lenite  and  alabaster 
in  Davidson  Co.  In  Kentucky in  Mammoth  Cave,  it  has  the  forms  of  rosette.^,  or  flowers,  vines, 
and  shrubbery.    Abundant  also  W.  of  the  Mississippi  in  many  places,  and  in  Califorriia. 

In  X.  Scotia.,  in  Sussex,  King's  Co.,  on  Capt.  McCready's  farm,  large  single  ani  grouped  crystals, 
which  mostly  contain  much  symmetrically  disseminated  sand. 

Plaster  of  Paris  (or  gypsum  wliich  has  been  heated  and  ground  up)  is  used  for  making  moulds, 
taking  casts  of  statues,  medals,  etc. ;  for  producing  a  hard  finish  on  walls ;  also  in  the  manufacture 
of  artificial  marble,  as  the  scagliola  tables  of  Leghorn,  and  in  the  glazing  of  porcelain. 

The  fibrous  variety,  when  cut  en  caboclwn  aud  polished,  resembles  cat's-eye. 
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G-ypsurn  is  related  in  form  to  heulandite,  a  fact  brought  out  in  the  view  above  taken  of  the 
crystallization  (Am.  J.  Sci.,  II.  xvii.  85).  To  the  table  of  observed  planes  the  lettering  of  Brooke 
and  Miller  for  the  planes  is  added.  Plane  /  of  f.  537  would  be  situated  on  f  536,  between  2-i  ana 
o-i  below,  or  the  back  24  and  3-i  above.  Keungott  obtained  from  an  English  crystal  2-i  A  2-i— 
11  r  14'  (Ber.  Ak.  Wien,  xi.). 

Recent  articles  on  cryst.,  B.  &  M..  Min,,  536  ;  Quenstedt,  Min.,  1855,  1863 ;  Dufrenoy,  Min  ,  1S56  ; 
Hessenberg,  Min.  Xot.,  No.  ii.  iv.  There  seems  to  be  good  reason  for  accepting  as  tlie  true 
fundamental  form  that  above  adopted,  since  the  planes  of  the  fundamental  prism  /,  and  0,  cor- 
respond in  this  case  to  directions  of  cleavage.  Most  authors  make  2-i  the  prism  I,  and  2-i  (of  rare 
occurrence)  the  plane  0.  The  symbols,  on  this  basis,  with  the  lettering  of  MiUer,  are  as  foUows, 
following  the  above  order  (Hessenberg,  Min,  Not.,  No.  iv.):  i-i  (a);  i-i  (&),  l-i  {i),  1  (w),  2-2  (x), 
3-3  (s);  I{m,  or  /  of  Neumann),  i-},  i-2  (h)^  i-f,-  i-8  {k),  i-},  ^-4,  z-f  ;  {d\  0{q  of  Quen« 
stedt),  ^-i  (e),  f-j  (,o'  of  Hessenberg) ;  -1  (Z),  l-i  {v),  1-3  (m),  I  {w) ;  -3-3  (y,  or  k  of  Neumann) ;  f-2 
{6  of  Hessenberg). 

Named  from  yuti/)?,  the  Greek  for  the  mineral,  but  more  especially  for  the  calcined  mineral. 
The  derivation  ordinarily  suggested,  from  y^,  earthy  and  £;//£(.',  to  cook,  corresponds  with  this,  the 
most  common  use  of  the  word  among  the  Greeks.  Theophrastus,  after  mentioning  localities, 
speaks  of  the  making  of  gypsum  by  burning  the  proper  stones  (among  which  alabaster  is  included) ; 
of  making  plaster  or  cement  from  it  by  "  powdering  it,  pouriug  on  water,  and  stirring  it  with  wooden 
instruments,  there  being  too  much  heat  for  the  hand;  "  of  the  necessity  of  preparing  it  "  imme- 
diately before  the  use  of  it,  because  it  soon  dries  and  becomes  hard ;  "  of  its  value  for  whitening 
the  walls  of  houses,  and  of  its  being  an  excellent  material  for  making  images  and  ornaments. 

The  word  yv-d^>i  in  Plato  and  Herodotus  has  been  sometimes  translated  chalk,  but  not  so  in  the 
latest  and  best  Lexicon — the  recent  edition  of  Stephanus.  The  sentences  in  Herodotus  containing 
it,  and  the  verb  yvipdco  derived  from  it  meaning  to  cover  or  ivhiien  with  gypsum,  are  most  intelligible 
if  calcined  gypsum,  or  preparations  from  it,  are  understood. 

Powdered  chalk  is  not  likely  to  have  been  used  for  a  whitewash  ;  and  a  wash  is  implied  instead 
of  dry  chalking.  Moreover,  true  chalk  was  probably  unknown  to  the  Greeks,  it  being  a  produc- 
tion of  more  western  countries ;  and,  according  to  Pliny,  even  the  Romans  included  under  their 
term  Creta  (Latin  for  chalk)  principally  clays,  and  prominently  the  "Cimolian  earth"  (Cimolite,  p. 
457),  true  chalk  being  what  Pliny  calls  "the  inferior  kind."  Theophrastus  speaks  of  a  Tymphctaa 
gypsum  (so  caUed  by  the  people  of  Tymphaea)  which  was  a  fuller's  earth  of  some  kind.  The  word 
yi)ihoi  is,  therefore,  much  more  likely  to  have  been  apphed  at  times  to  white  clays  than  to  true 
chalk.  The  ancients  were  acquainted  with  lime  from  the  burning  of  limestone,  and  could  not  have 
caUedthis  yfiii/K.  Plato's  expression,  Tnv  Se  oar)  Uvxfi  yixpiv  n  ^^iokj?  >^£VKCTtuav,  ""Whiter  than  gyp- 
sum or  snow,"  is  not  improved  by  supposing  it  chalk;  for  there  is  nothing  whiter  than  calcined 
gypsum,  or  the  ceilings  or  ornaments  made  from  it. 

Seleniies  (=moon-stonej  of  Dioscorides,  which  he  says  was  also  called  aphroselenon  (moon-froth), 
"  because  it  was  found  at  night  while  the  moon  was  on  the  increase,"  was  probably  crystalUzed  gyp- 
sum or  modern  seleuite.  His  description  >£t)/coj,  rliMuy/'K,  Kov^p  .^  {=white,  transparent,  light),  is  good 
as  far  as  it  goes ;  and  the  uses  of  the  stone  which  he  mentions  also  agree  better  with  this  view  than 
with  that  of  its  being  either  the  modern  moonstone  or  cafs-eye,  to  which  it  has  been  referred.  The 
name  is  from  atXfti^i],  moon,  and  alludes  probably  to  the  peculiar  moon-like  white  reflections. 
Some  aggregated  crystallized  masses  might  well  have  suggested  the  name  aphroselenon.  It  is 
doubtful  what  Pliny  had  in  view  under  the  name  selenitis  (xxxvii.  67) :  it  is  probable,  from  his 
brevity  on  the  subject,  that  he  did  not  know  the  mineral. 

Lapis  specularis  (Speculai  -stone)  of  Pliny  was  mostly  crystallized  gypsum  (the  rest  being  mica) ; 
he  speaks  of  it  (xxxvi.  59)  as  affording  by  burning  the  best  of  gypsum. 

Wx,i0naTpiTrii  (or  alabaster-stoue,  meaning  the  stone  out  of  which  ointment  vases  of  the  kind 
called  alahastra.  were  made)  was  with  Theophrastus  and  Pliny  mainly  if  not  wholly  stalagmite, 
which  is  now  often  called  oriental  alabaster  (see  under  Galcite)  ;  and  Thebes  in  Egypt  was  a  famous 
locality.  Such  vases  were  made  of  other  materials,  and  it  is  possible  that  gypsum-alabaster  was 
one ;  for  when  polished  it  often  resembles  some  clouded  stalagmites.  This  opinion  is  favored — 
though  not  placed  beyond  question — by  the  statement  in  Theophrastus,  which  Phny  reiterates,* 
that  the  gypsum-stone  is  "very  similar  to,"  '-not  unlike"  (meaning  in  the  rough  state,  of  course) 
oJabasirites,  which  resemblance  is  not  obvious  if  stalagmite  is  the  only  alabastrites.  The  alabas- 
trltis  of  Pliny,  from  Syria,  said  to  be  white  spotted  with  various  tints,  may  be  of  this  kind,  as 
Syria  was  noted  for  its  gypsum-stone,  according  to  Theophrastus  and  Pliny. 


*  It  is  not  clear  that  Pliny  is  here  independent  authority.  He  appears  to  be  citing  from 
Theophrastus  in  the  most  of  what  he  says  about  gypsum ;  and  in  one  or  two  cases  he  cites  blun- 
deringly. He  says,  for  instance,  that  plaster  after  hardening  may  by  pounding  be  povrdered  [for 
use  again] ;  whereas  Theophrastus  states  more  correctly  that  "  by  burning  it  may  again  and  again 
be  made  fit  for  use." 
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'  A.\a:3a(TTpov  (alabastron)  occurs  as  the  name  of  alabaster-stone  in  the  writings  of  the  histo- 
rian Herodianus  about  two  centuries  after  Christ,  but  without  description.  The  alahastruia  of 
PUnv,  something  white  and  froth-like,  called  also,  as  he  says,  stinimi,  stibi,  and  larbasis,  and  com- 
ing from  silver  mines,  cannot  be  alabaster.  There  is  here  probably  some  mistake  on  the  part  of 
Pliny. 

Burnt  gypsum  is  called  Plaster-of-Paris,  because  the  Montmartre  gypsum  quarries,  near  Paris, 
are,  and  have  long  been,  famous  for  affording  it. 
Alt.— G-ypsum  occurs  altered  to  calcite.  malachite,  quartz. 


655.  KIESERITE.  Kieserit  Beichardt,  Salzbergwerk  Stassfurt,  1860;  B.  H.  Ztg.,  xx.  39, 
1861.  Martinsite  Kenngott,  Ueb.,  1856-57,  22;  Eamm.,  Pogg,  xcviii.  262,  1856  (not  Martinsite 
Karsten,  1845). 

Ortliorliombic,    Massive  ;  fine  granular  or  compact. 
H.  =  2*5.    G.==2-517,  Bischof.    Color  white,  grayish-white,  to  yellowish. 
Translucent  to  opaque.    Friable  to  firm.    Little  soluble. 

Comp. — MgS+H= Sulphuric  acid  58-0,  magnesia  29-0,  water  13-0  =  100.  Analyses:  1,  Ram- 
melsberg  (Pogg.,  xcviii.  262) ;  2-4,  Siewert  &  Leopold  (Jahresb.,  1860,  788) ;  5,  Reichardt  (Jahrb. 
Min.  1666,  343) : 

S        Mg  • 

1.  Stassfurt  57-7       26-8      [15-5]  =  100  Ramm. 

2.  "  68-98      28-51      13-4T  =  l(iO-9G  Siewert. 

3.  "  58-90     28-61     [12-49]  =  I00  Siewerc. 

4.  "  57-78      28-78      14-13znlO0-69  Leopold. 

5.  "  54-16      28-11      14-30,  CI  2-18,  insol.  0-39  =  99-14  Reichardt. 

Reichardt  in  his  earliest  analyses  obtained  (1.  c.)  S  43*05,  Mg  21-66,  H  34-56,  which  corresponds 
to  Mg  S  +  3  H.  Anal.  2,  3,  are  of  an  opalescent,  translucent,  and  friable  variety,  and  4  of  a  darker 
yellow,  opaque,  and  much  harder  kind. 

Pyr.,  etc. — In  the  closed  tube  yields  water.  B.B,  fuses  easily,  and  with  soda  on  charcoal 
gives  the  sulphuric  acid  reaction.  But  httle  altered  at  100'  C.  Dissolves  in  nitric  acid,  leaving 
a  small  residue  of  impurities.  Soluble  slowly  in  water,  but  completely,  100  of  water  taking  up 
40-9  parts;  a  residue  is  deposited  of  microscopic  crystals  of  anhydrite,  or  of  stassfurtite. 

Obs. — From  the  salt  mine  of  Stassfurt,  often  mixed  with  carnallite  and  gypsum.  F.  Bischof 
divides  the  Stassfurt  salt  beds  vertically  (Ann.  Ch.  Phys ,  IV.  v.  '605.  and  B.  H.  Ztg.,  xxiv.  1S65) 
into  4  regions,  corresponding,  he  observes,  to  the  natural  order  of  origin  from  an  evaporating 
saline:  1,  or  lower,  tiie  anhydrite  region;  2,  the  pohjhalite;  3,  the  kieserite :  and  4,  the  carnallite. 
The  kieserite  is  in  beds,  9  to  1 2  in.  thick,  alternating  with  common  salt.  The  whole  deposit  is 
about  190  feet  thick,  and  has  the  following  as  its  mean  percentage  composition  :  Common  salt  65, 
kieserite  17.  earnaUite  13,  chlorid  of  magnesium  (hydrated)  3,  anhydrite  2=1  uO. 

Xamed  after  ^Ir.  Kieser,  President  of  the  Academy  of  Jena.  For  ihe  martinsite  of  Karsten, 
see  under  Halite,  p.  112. 


656.  POLYHALITE.    Polyhahtes  Strom.,  Comment.  Soc.  R.  Gutting.,  iv.  139.  Polyhalit 

Strom.,  Unters.,  i.  444,  1821. 

Orthorliombic  ?  Clinohedral  ?  Descl.  A  prism  of  115°,  with  acute 
edges  truncated.    Usually  in  compact  fibrous  masses. 

H.  =  2-5  — 3.  G.  =  2*7689.  Lustre  resinous  or  slightly  pearly.  Streak 
red.  Color  fiesh-  or  brick-red,  sometimes  yellowish.  Translucent— opaque. 
Taste  bitter  and  astringent,  but  very  weak. 

Oomp.— RS+IH,  in  which  i5  =  K,  Mg,  Ca  in  the  ratio  1:1:  2=Sulphate  of  lime  45*2,  sul. 
magnesia  19-9,  sul.  potash  28-9,  water  6-0  =  100.  Analyses:  1,  Stromeyer  (Unters.,  i.  144);  2, 
Rammelsberg  (Pogg.,  Ixviii.  512);  3,  Dexter  (Pogg.,  xciii.  1);  4,  Behnke  (ib.) ;  5,  C.  A.  Joy 
(Inaug.  Dissert..  49,  Pogg.,  xciii.  1);  6,  7,  v.  Hauer  (Ber.  Ak.  Wien,  xi.  385);  8,  G-.  Jenzsch  (Pogg., 
xcvii.  175);  9,  Dexter  (1.  c);  10,  Bischof  (Ann.  Ch.  Phys.,  lY.  v.  312);  11,  Reichardt  (Jahrb.  Min. 
1866.  345): 

41 
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CaS 

MgS 

Nab 

Kb 

NaCl 

3Pe 

1. 

Ischl 

44-74 

2n-03 



27-70 

0-19 

0-34 

2, 

Aussee 

40-43 

20-5W 

28-10 

(1-11 

0-33 

3. 

u 

45  6-2 

18-97 

0-61 

28-39 

0-31 

0-24 

4. 

Hallein,  red  42-_'9 

18-27 

2-60 

27-09 

1-38 

5. 

Gnmnden 

42-78 

19-05 

0-75 

28-11 

1-75  FeSo-36 

6. 

Halls  tatt 

56-41 

11-04 

14-81 

12-16 

7. 

Ebensee 

61-18 

13-53 

19  12 

0-23 

0-41 

8. 

Yic,  red 

44-11 

19  78 

1-69 

25-87 

0-24 

1  01 

9. 

"  gray 

44-7-2 

19-08 

27-77 

0-44 

0-59 

10. 

Stassfurt 

42-64 

19-76 

27  90 

3-49 

11. 

43-44 

20-56 

26-22 

H 

5  95  =  98-94  Strom. 

5-  24  =  99-8m  Ramm. 

6-  02,  Sio  32,  Mg-  0  49  =  100-97  Dexter. 
6-10,  Si  0-27,  Fe  S  1-35=99-35  Behnke 
6-41=99-21  Joy. 

5-  58=100  V.  Hauer. 

6-  05  =  100-52  V.  Hauer. 

6-  16,  gi  0-11,      0-39,  Mg  0-02  = 
99  38  Jeuzsch. 

7-  40=100  Dexter. 
5-75  =  99-54  Biscliof. 
7  47,  MgCl  0-58=98-27  Reichardt. 

From  analysis  9,  6  23  p.  c.  of  clay  have  been  removed,  and  part  of  the  7*40  p.  c.  of  water 
belongs  with  it. 

Berthier's  analyses  of  the  "Vic  polyhahte  (Ann.  d.  M.,  x.  260)  were  incorrect.  The  loc. 
Gmunden  (anal.  5)  should  be  either  Ischl  or  Aussee,  according  to  Rammelsberg,  who  says  the 
mineral  does  not  occur  near  Gmunden  (Min.  Ch ,  283,  1862).  Joy  says  in  a  letter  to  the  author 
dated  Oct.,  1865,  that  it  was  brought  to  G.  Rose's  laboratory  so  labelled. 

Pyr.,  etc. — In  the  closed  tube  gives  water.  B.B.  fuses  at  1-5,  colors  the  flame  yellow.  On 
charcoal  fuses  to  a  reddish  globule,  which  in  R.F  becomes  white,  and  on  coohng  has  a  sahne 
hepatic  taste;  with  soda  like  glauberite.  With  fluor  does  not  give  a  clear  bead.  Partially 
soluble  in  water,  leaving  a  residue  of  sulphate  of  lime,  which  dissolves  in  a  large  amount  of 
water. 

Obs. — Occurs  at  the  mines  of  Ischl,  Ebensee,  Aussee,  Hallstatt,  and  Hallein  in  Austria,  with 
common  salt,  gypsum,  and  anhydrite  ;  at  Berchtesgaden  in  Bavaria ;  at  Yic  in  Lorraine. 

The  name  Polyhalite  is  derived  from  ffoAis,  many,  and  uX?,  salt,  in  allusion  to  the  number  of  salts 
in  the  constitution  of  the  mineral. 

For  remarks  on  the  position  of  the  polyhalite  at  Stassfurt  see  Kieserite,  p.  641. 

657.  Mamaotte  a.  Goehel  (BnW  Ac.  St.  Petersb.,  ix.  16,  1865).  Like  polyhalite  in  aspect  and 
characters,  but  has  the  K,  Mg,  Ca  in  the  ratio  1:2:3.  Color  white ;  lustre  silky ;  structure 
foliated  fibrous.  In  nodules  as  large  as  the  fist,  at  the  salt  mine  of  Maman  in  Persia,  with  car- 
nallite,  and  also  investing  or  intersecting  nodules  of  carnaUite. 


658.  PICROMERITE.  Picromeride  ScaccM,  Mem.  Incend.  Vesuv.  1855,  191.  Pikromerit 
Eamm.,  Min.  Ch.,  281,  1860.  Kamit  Zincken,  B.  H.  Ztg.,  xxiv.  79,  1865.  Schonit  E.  Reichardt, 
Jahrb.  Min.  1865,  602,  1866,  340. 

Monoclinic.    (7=  75°  12',  I A  7=109°  50',  0  A  l-^=154°  39',  0  A  2-^= 
116°  41^    In  crystals  and  crystalline  crusts. 
H.  =  2-5.    Color  white. 


Comp.  K  S  +  Mg  S  4-  6  H,  or  K+i  Mg)  S  +  3  H=Sulphuric  acid  39  8,  magnesia  9  9,  potash 
.23-5,  water  26-8  =  100.    Analyses:  H.  Reichardt  (1.  c): 

S  Mg         K  H  CI 

1.  Stassfurt         38-52       11-56       22  82       [26-29]  0-81=100. 

2.  "  39-74       10-40       23-28         26-87  0-28=100-57. 

Reichardt's  analyses  were  made  on  his  schdnite,  a  salt  obtained  by  him  by  separating  the  chlorid 
of  magnesium  in  what  is  called  kainite  by  means  of  alcohol. 

Pyr.,  etc. — Loses  11  p.  c.  water  at  100  C,  and  all  the  rest  by  heating  to  133°  C,  Reichardt. 
According  to  Graham,  the  artifici^  salt  loses  its  water  wholly  at  132°. 

Obs. — Found  at  Vesuvius  among  the  salts  produced  at  the  eruption  in  1855,' in  crystals  along 
■vrith  crystals  of  cyanochroite,  an  isomorphous  species  in  which  copper  replaces  the  magnesia. 
Also  occurs  at  the  Stassfurt  salt  mine,  along  with  kieserite  and  carnallite.  It  is  often  mixed, 
at  Stassfurt,  with  chlorids  and  other  salts.    Alcohol  dissolves  out  chlorid  of  maguesium. 

Kainite  of  Zincken,  from  the  same  locality  at  Stassfurt,  is  nothing  but  the  impure  picromerite 
just  alluded  to.  as  shown  bv  Reichardt.  It  has  been  analyzed  by  Graf  (B.  H.  Ztg.,  xxiv.  288); 
E.  and  H.  Reichardt,  Hosteus,  and  Theile  (Jahrb.  Min.  186f'.,  337);  Phihp  (ZS.  G.,  xvii.  649); 
and  the  chlorine  in  tlie  results  varies  from  14-5  to  36  7  p.  c.    Xearly  all  the  chlorine  is  removed 
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as  chlorid  of  magnesium  on  treating  the  mineral  with  alcohol.  Forms  granular  masses  which 
vary  in  color  from  colorless  to  grayish,  yellowish,  and  reddish,  and  has  Gr.  =  2-131  —  2'147,  but 
varying  to  2*  184.  It  sometimes  contains  also  common  salt.  'Nsnned  picromerite  in  allusion  to  the 
magnesia  present;  and  Kainite  (properly  CcBnite)  from 

659.  BLCEDITE.    Bloedit  John,  Uuters.,  1811.    Astrakanit  G.  Rose,  Reis.  Ural,  ii.  270,  271, 

1842. 

In  imperfect  crystals.    Also  massive. 

Color  whitish,  orange,  reddish.    Translucent.    Yerj  soluble. 

Var. — The  original  hloedite  from  Ischl,  analyzed  by  John,  was  massive,  somewhat  fibrous,  flesh- 
red  to  brick-red  in  color,  and  spUntery  in  fracture.  The  astrakanite,  from  near  Astrakan,  was  in 
whitish  crystals. 

Comp.— R  S  +  2  H:,  with  fi=^Mg+|Na=:Sulphate  of  soda  42-6,  sulphate  of  magnesia  35-9, 
water  21 -5  =  1(10.  Analyses:  1,  John  (1.  c);  2,  v.  Hauer  (Jahrb.  G-.  Reichs.,  605,  1856);  3, 
Gobel  (Rose's  Reis.  Ural,  1.  c);  4,  Hayes  (Proc.  K  H.  Bost.,  v.  391): 

NaS    MgS  NaCl  MgCI  EC 

1.  Ischl,  rdh.       33-34    36-66    0-33    22-00,  Mn  S  0'33,  ^e^  0-34=93-00  John. 

2.  "    orange    41-02    36-36    0-50    21-o0=99-38  Hauer. 

3.  Astrakan        41-73    35  81    0-34    21-95  =  99-83'' Gobel. 

4.  Mendoza         45-74    33-31    1-16    19-60,  sand,  etc.  0-19  =  100  Hayes. 

6.        "  45-82    33-19    1-79    18-84,  sand,  etc.  0-36  =  100  Hayes. 

*  1-75  clay  and  sand  removed. 

Another  sample  afforded  Hayes  NaS  48-00,  MgS  34-20,  NaCl  1-21,  H!  16-42,  Si,  etc.  0-17  = 
100.  Dried  at  90^  F.  the  water  was  reduced  to  15-20  p.  c.  The  less  amount  of  water  in  Hayes's 
analyses  than  in  the  others  may  have  been  due  to  the  degree  of  drying. 

Pyr.,  etc. — Heated  loses  water  rapidly;  at  a  red  heat  fuses  quietly  to  a  transparent  globule, 
which  is  white  on  cooling.    Somewhat  deliquescent  in  a  moderately  moist  atmosphere. 

Obs.— From  the  salt  mines  of  Ischl ;  the  salt  lakes  near  Astrakan,  east  of  the  mouth  of  the 
Volga  (anal.  3);  the  soil  of  the  country  near  Mendoza,  between  San  Luis  de  la  Punta  and  the 
foot  of  the  Andes,  especially  east  of  San  Juan,  occurring  in  imperfect  crystals  at  the  junction  of 
two  layers  of  common  salt,  one  to  two  feet  below  the  surface. 

Named  after  the  chemist  and  mineralogist  Blode. 

660.  LCEWEITE.   Loweit  ffaid.,  Abh.  Ges.  Wiss.  Prag,  Y.  iv.  1846;  Haid.,  Ber.  Fr.  Nat., 

ii.  266,  1847. 

Tetragonal.  Massive.  Cleavage  octahedrons  have  approximately  the 
angles  111°  44'  and  105°  2\  giving  for  the  vertical  axis  the  value  1*304. 
Cleavage  :  basal,  distinct ;  /,  imperfect ;  1,  or  the  octahedral,  in  traces. 

H.  =  2*5  — 3*0.  G.  =  2*3T6.  Lustre  vitreous.  Color  yellowish-white  to 
honey-yellow,  also  reddish.  Fracture  conchoidal,  with  the  aspect  some- 
what of  fire-opal.  Taste  weak.  Optically  uniaxial ;  refraction  positive, 
for  the  ordinary  ray  1*191,  extraord.  I'lDl. 

Comp. — RS+I^H;,  with  S=iMg  +  iNa= Sulphate  of  soda  46-3,  sulphate  of  magnesia  39-1, 
•water  14*7.    Analyses:  1,  Karafiat  (1.  c);  2,  v.  Hauer  (Jahrb.  G.  Reichs.,  1856,  605): 

S  Mg  Na 

1.  52-35       12-78       18-97       14-45,  Pe,  3tl  0-66=99-2]  Karafiat. 

2.  52-53       14-31       18-58       14-80  =  100-22  Hauer. 

Obs. — In  pure  crystalline  masses  an  inch  thick,  involved  with  foliated  anhydrite,  at  the  Ischl 
salt  mine,  Austria. 

661.  EPSOMITE.    Epsom  Salt.     Sal  nativum  catharticum  A.  Hermann,  De  Sale  native 
cathartico  in  fodinis  Hungariae  recens  invento,  Posonii,  1721.    Sal  neutrum  acidulare,  Sa] 
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Anglicaunm,  Wall,  Min.,  184,  1*747.  Id.,  Sel  d'Epsom  Fr:  Trl  Wall.,  i.  339,  1753.  Halotricliurr 
Sc&poli,  De  Hydrarg.  Idrieiise  Tent,  Yenet,  1761  (Klap.  Beitr.,  iii.  104 j,  Princip.  Min..  1772. 
Magnesia  vitriolata  (Sal  Anglicus,  Epsomensis,  Seidlizensis,  Seydschiitensis,  amarus,  etc.)  Bergm., 
Sciagr.,  1782.    Bittersalz  Wem    Haarsalz  pt.    Epsomite  Tr.,  445,  1824. 

Orthorhombic,  and  generally  hemihedral  in  the  octahedral  modifications. 
I A  7=90°  34',  0  A  l-l=lo6°  2'  ;  a:h:  c=0'5766  :  1  :  1-01.  14  A  14, 
ba5al,  =  59°  27',  l-?:  A  1-^,  basal,  =  59°  o6\  Cleavage:  brachydiagonal, 
j^erfect.    Also  in  botryoidal  masses  and  delicately  fibrous  crusts. 

H.=2*25.  G. =1-751 ;  1*685,  artificial  salt,  Schiff.  Lustre  vitreous — 
earthy.  Streak  and  color  white.  Transparent — translucent.  Taste  bitter 
and  saline. 


Comp. — MgS  +  7H,  when  pure=Magnesia  16*3,  sulphuric  acid  32-5,  water  51-2  =  100.  Anal- 
yses: 1-4.  Stromeyer  (Gel.  Anz.  Gott.,  1833,  Pogg.,  xxxi.  137,  Schw.  J.,  Ixix.  255);  5,  Bouis  (Kev. 
Sci.  Industr.,  xiv.  300);  6,  Dufrenoy  (Tr.,  ii.  323): 


S 

Mg 

Fe 

Mn 

ft 

I. 

S.  Africa 

32-2f. 

14-58 

3 -HI 

49-24  =  99-69  Ftromeyer. 

2. 

Idria,  "  Haarsalz 

o2-30 

1G-M9 

0-23 

50•93  =  99-^5  Stromeyer. 

3; 

Catalonia 

31-90 

lH-49 

5 1  20  =  '.^9 -5 9  Stromeyer. 

4. 

Xeiisohl.  rose-red 

31-37 

15-31 

0-09 

0-34 

51-70,  Cu  M-:^8,  Co  G-G9=:99-88  Stromeyer. 

5. 

Fitou,  France 

34-37 

17  31 

48  32  =  100  Bouis. 

6. 

8407 

16-20 

47  20,  Ca  2-10=99-57  Dufrenoy. 

Pyr.,  etc. — Liquifies  in  its  water  of  crystallization.  Gives  much  water  in  the  closed  tube  a; 
a  high  temperature:  the  water  is  acid.  B.B.  on  charcoal  fuses  at  first,  and  finally  yields  an 
infusible  alkaline  mass,  which,  with  cobalt  solution,  gives  a  pink  color  on  ignition.  Very  soluble 
in  water,  and  has  a  very  bitter  taste. 

Obs. — Common  in  mineral  waters,  and  as  a  dehcate  fibrous  or  capillary  efflorescence  on  rocks, 
in  the  galleries  of  mines,  and  elsewhere.  In  the  former  state  it  exists  at  Epsom,  England,  and 
at  Sedlitz  and  Saidschutz  in  Bohemia.  At  Idria  in  Carniola  it  occurs  in  silky  fibres,  and  is  hence 
called  hairsalt  by  the  workmen.  Also  obtained  at  the  gypsum  quarries  of  Montmartre,  near  Paris ; 
in  Fitou,  Dept.  of  the  Aude,  France ;  in  Aragon  and  Catalonia  in  Spain ;  in  the  CordDlera  of 
St.  Juan  in  Chili ;  and  in  a  grotto  in  Southern  Africa,  where  it  forms  a  layer  H  in.  thick.  Also 
found  at  Vesuvius,  at  the  eruptions  of  1850  and  1855. 

The  floors  of  the  limestone  caves  of  Ky.,  Tenn.,  and  Ind.,  are  in  many  instances  covered  with 
epsomite.  in  minute  crystals,  mingled  ^vith  the  earth.  In  the  Mammoth  Cave,  Ky.,  it  adheres  to 
the  roof  in  loose  masses  like  snowballs.  At  the  Alum  Cave,  in  Sevier,  Tenn.,  on  the  headwaters 
of  the  West  Fork  of  Little  Pigeon  River,  masses  of  nearly  pure  epsomite,  almost  a  cubic  foot  m 
volume,  have  been  obtained  (Satford's  Rep.,  1 19).  It  effloresces  from  the  calcareous  sandstone,  10 
m,  from  Coeymans,  on  the  east  face  of  the  Helderberg,  IST.  Y.  Said  to  occur  also  over  the  Cali- 
fornia plains,  east  of  San  Diego  (Am.  J.  Sci.,  11.  vi.  389).  Also  effloresces  from  a  pyritiferous 
serpentine  in  Marmora,  Canada  West ;  and  on  dolomites  of  the  Clinton  formation  (Silurian)  in 
sheltered  places  between  Niagara  FaUs  and  Lake  Huron,  as  at  Dundas,  where  layers  occur  1  in. 
thick. 

Sulphate  of  magnesia  is  dimorphous.  According  to  Haidinger  and  Mitscherlich,  the  above 
described  form  is  produced  when  crystallization  takes  place  below  15"  C.  (60""  F.),  but  a  mono- 
clinic  form  between  25^  C.  and  SO""  0, 


662.  TAURISCITE.    Tauriszit  G.  H.  0.  Volger,  Jahrb.  Min.  1855,  152. 

Orthorhombic.    Angles  those  of  epsomite.    Occurring  planes  :  /, 
•  {-2  ;  l-^,  l-l ;  1,  2-2,  2-2.    Crystals  acicular. 

Lustre  and  other  physical  characters  those  of  copperas. 

Oomp. — ^Stated  to  be  that  of  copperas. 

Obs.— From  Windgalle  in  the  Canton  Uri  (Pagus  Tauriscorum  of  the  Romans),  Switzerland, 
associated  with  copperas  and  alum.   The  crystal  is  a  rhombic  prism  with  pyramidal  terminations. 

Gf-iA.  Tecticite  Breith.  (Grauht  Glocker,  Syn.,  1847).    A  clove-brown  mineral,  easily  soluble  in 
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water  and  attracting  moisture  readily,  occurring  in  small  pyramidal  and  acicular  crystals  supposed 
to  be  orthorhombic,  and  also  massive.  Probably  a  hydrous  sulphate  of  sesquioxyd  of  iron ;  but 
composition  not  ascertained.    H .  =  I  -5  —  2. 

From  Grraul,  near  Schwarzenberg,  in  Saxony,  and  Braunsdorf  in  the  Erzgebirge.  Named  from 
rrjKrrr  os,  in  allusiou  to  the  deliquescence;  but  changed  to  grauUte  by  Glocker,  because  the  Greek 
signifies  liquifying  actively^  and  not  passively  as  in  dehquesceuce. 

663.  FAUSERITE.    Fauserit  Breith.,  B.  H.  Ztg.,  xxiv.  301,  18Go. 

Orthorhombic.  /A  /=91°  18'.  Cleavage  :  i-i  distinct ;  /  in  traces  or 
none  ;  O  rather  distinct.    Crystals  grouped  in  stalactitic  forms. 

H.  =  2  — 2|-.  G.  =  1*8S8.  Lnstre  vitreous.  Color  reddish- and  vellowish- 
wliite  to  colorless.    Translucent  to  transparent.    Taste  astringent,  bitter. 

Comp. — i\rgS  +  2  Mn  S  + 15  Mg+f  Mn)  S  +  5  B[=:Sulphuric  acid  34'7,  protox.  manga- 

nese 20  5,  mag-nesia  5'8,  water  39'0=100.   Analyses:  1,  2,  Mollnar  (L  c): 

S  Mn        Mg  H 

34-49       19-61       5-15       42-66,  ^1,  Pe  ^roce 
33-78       20  05       5  63  40-54. 

Obs.— From  Herrengrund  in  Hungary.    Named  after  Mr.  Fauser. 


COPPERAS  GROUP. 

The  species  here  included  are  the  ordinary  vitriols.  They  are  identical 
in  general  fonnula  with  the  species  of  the  Epsomite  group,  and  are  regarded 
as  the  same  compound  essentially  under  oblique  crystallization.  The  cop- 
per sulphate  diverges  from  the  others  in  crystallization,  and  contains  but 
5  of  water ;  but  species  containing  copper  in  many  other  groups  exhibit  a 
like  divergence  from  the  rest  in  crystalline  form. 

SyXOXTMT  before  1750.     XaA-^ai/eoi',   XaA^rrrtf,  MeKavTinoia,   Soipt),  MfVi-,  DwSCOT.,  V.  114-118. 

[Chalcanthiim  {^Tom  ;y«A».-os,  h'ass,  and  aiQjg,  flower)  is  vitriol  of  any  kind;  Spain  is  given  as  a 
locality;  Chalcitis,  a  disintegrating  pyrites,  iron  or  copper,  impregnated  with  the  same,  as  a  result 
of  its  alteration;  Meianieria  (fr.  /^tXai,  ink)^  a  salt-hke  chalcanthus,  or  earth  containing  it;  Sorv.^ 
a  black  earth  or  stone  impregnated  with  some  vitriol ;  Misu.  a  yellowish  vitriolic  stone,  per- 
haps partly  copiapite,  and  partly  yellow  ochre  impregnated  with  vitriol  of  some  kind.*] 

Atfameutum  sutorium=Chalcanthum.  Chalcites.  Sory,  Misy,  Plin.^  xxxiv.  29-32;  evidently  in 
part  from  Dioscorides.  [The  description  of  Chalcantlium  gives  prominence  to  Hue  vitriol,  while 
its  use  as  shoemakers  ink  (which  Atr.  sutorium  signifies)  unphes  the  presence  of  green  (or  iron) 
vitriol,  the  material  still  used  for  blackening  leather ;  Chalcites  and  sory  are  the  same  as  above ; 
Misy  is  yellow  and  pulverulent,  like  the  mineral  now  called  copiapite.] 

Atramentum  sutorium=Melauteria=Caalcanthum,  Chalcites,  Sory,  Misy,  Agric.^  Foss.,  212- 
214,  1546  ;  Kupferwasser  id.,  Interpr.,  463,  1546.  [The  first  three  of  these  names  are  synonyms 
for  any  vitriol  or  all ;  and  include  (as  partly  also  in  Dioscorides)  capillary  or  wool-like,  plumose, 
stalactitic,  and  salt -like  kinds,  besides  Lapis  atraraenti ;  Agricola  mentions  the  varieties  Atraratn- 
ium  saioriuni  caadi.dum{=:\€VKOiov  Gr.),  which  is  white  or  zinc  vitriol  ;  A.  s.  viride,  which  is  green 


*  In  interpreting  these  ancient  names  it  has  to  be  borne  in  mind  that  there  are  three  sources  of 
obscurity,  besides  that  of  imperfect  description  : 

1.  That  the  earthy  or  stony  mass  containing  the  essential  ingredient  comes  into  the  description. 

-2.  That  Pyrites  (including  pyrite,  marcasite  and  pyrrhotine)  is  brassy  enough  to  be  confounded 
with  chalcopyrlte.  the  ore  of  copper  or  brass  {yuXKOi):  and,  in  fact,  Dioscorides  says  that  pyrites 
yields  xa.\^-r.i^  although  in  the  next  line  asserting  that  it  strikes  fire  with  a  steel,  a  characteristic 
distinguishing  it  from  copper  pyrites.  Moreover,  Agricola  describes  all  the  vitriols  under  hia 
Atrahienta  suiona,  and  makes  Kupftrvjaaser  of  the  Germans  (meaning  copper  icater)  a  common 
synonym  for  them  ;  as  has  been  true  of  Coppera<  in  English  and  Couperose  in  French. 

3.  That  iron  and  copper  pyrites  often  occur  together,  and  the  vitriolic  results  of  their  altera- 
tion are  consequently  variously  mixed  in  nature. 
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vitriol ;  A.  s.  cceruleum,  which  is  blue  vitriol ;  Sonj,  a  gray  or  blackish  stone,  often  nodular  (glebas 
rotundse),  impregnated  with  any  vitriol;  Misy,  a  yellow  efflorescent  or  mealy  vitriol  (Copiapiie). 
Goslar  in  the  Harz  is  the  principal  locality  cited  by  Agricola.  Chalcites  is  said  to  be  between 
sorj''  and  misy  in  texture,  and  rubra  et  onris  colore ;  perhaps  a  red  ochre  (a  frequent  result  of  the 
alteration  of  pyrites)  containing  copperas  and  some  unaltered  pyrites. 

Atramentum  viride,  a  quibnsdam  Viireolum  vocatur,  Albertus  Magnus,  De  Min.,  Libr.  v.,  c.  3, 
1270.  Vitriolum  Agric,  ib.,  213.  [So  named  from  vitnum,  glass,  in  allusion  to  the  glassy 
appearance  of  the  crystals  of  vitriols  ;  Agricola  speaks  in  connection  with  his  explanation  of  the 
word,  of  "  A.  candidum  translucidum  instar  Crystalli."] 

Atramentum  Gesner,  Foss.,  13,  1565;  divided  into  A.  album  durum  Goslarianum  [or  Zinc  vit- 
riol], A.  viride  [or  Iron  vitriol],  A.  cceruleum  Cyprium  pulcherrimum  [or  Blue  vitriol],  etc. 
Melanteria,  Sory,  Misy,  Gesner,  ib.,  15,  16. 

Yitriolum  WaUt7-ius,  Min.,  155,  1747,  and  Cronstedt,  Min.,  113,  1758;  a  genus  including  the 
species  V.  Cupri  {=Y.  Cypri,  Y,  Veneris);  2,  V.  viride  (  =  V.  ferri,  V.  martis) ;  3,  V.  album,  vel 
Zinci  (from  Goslar) ;  besides  4,  V.  mixtum  (a  mere  mixture) ;  5,  6,  Terra  vitriohca  and  Lapis  atra- 
mentarius  (earth  or  stone  impregnated  with  vitriol  of  some  kind),  and  including  Lapis  atramen- 
tarius  flavus,  or  Misy. 

664.  MELANTERITE.  MeXavrrip'ia,  XaXmvdov,  etc.,  Dioscor.  Chalcanthum,  Atramentum 
sutorium,  etc.,  Plin.  Melanteria,  Atramentum  sutorium  viride,  Agric.  Vitriolum  pt.  Albertus 
Magnus.  Atramentum  viride  Gesner.  Vitriolum  viride,  V.  ferri,  V.  martis,  Wallerim.  Green 
Vitriol.    Copperas.    Sulphate  of  Iron.    Fer  sulfate  i^r.    Melanterie  ^ewd,  Tr.,  ii.  482,  1832. 

Monoclinic.    C'^Yo^  40' ;  /  A  7=82°  21',  0  A  l-i= 
123°  44' ;  a\h\  c=l-310  :  1  :  0-8474. 

0  A  ^;-^=:104°  20'  0  A  -l-fcl36°  18 

0  Al=^SO  37  0  A  l-^=:123  44 

O  A  -f  ^=159  6  -1  A  -1  =  101  32 

Cleavage  :  0  perfect,  /  less  so.  Often  in  capillary, 
fibrous,  stalactitic,  and  concretionary  forms.  Gene- 
rally massive  and  pulverulent. 

H.=2.    G.  ==1*832.    Lustre  vitreous.    Color,  vari- 
ous shades  of  green,  passing  into  white  ;  becoming 
yellowish  on  exposure.    Streak  uncolored.  Subtrans- 
parent  — translucent.    Taste  sweetish,  astringent,  and 
metallic.    Fracture  conchoidal.  Brittle. 

Comp. — iPe  S  + 7  H= Sulphuric  acid  28-8,  protoxyd  of  iron  25*9,  water  45-3  =  100. 

Pyr.,  etc. — In  the  closed  tube  yields  water,  and  after  a  time  sulphurous  and  sulphuric  acids. 
On  charcoal  turns  at  first  brown,  then  red,  and  finally  black,  becoming  magnetic.  With  the 
fluxes  reacts  for  iron.  Soluble  in  twice  its  weight  of  water,  and  the  solution  is  blackened  by  a 
tincture  of  nut  gaUs.  Exposed  to  the  air  becomes  covered  with  a  yellow  powder,  which  is  the 
sulphate  of  the  sesquioxyd  of  iron. 

Obs. — This  salt  usually  proceeds  from  the  decomposition  of  pyrite  or  marcasite,  which  readily 
afford  it,  if  occasionally  moistened  while  exposed  to  the  atmosphere.  Occurs  near  Goslar  in  the 
Harz ;  Bodenmais  in  I3avaria ;  Fahlun,  Sweden ;  at  Hurlet,  near  Paisley ;  and  in  many  mines  in 
Europe  and  on  the  other  continents.  Usually  accompanies  pyrite  in  the  U.  States,  occurring  as 
an  efflorescence;  at  Copperas  Mt.,  a  few  miles  E.  of  Bainbridge,  Ohio,  it  is  associated  with  alum 
and  pyrite.  It  is  employed  in  dyeing  and  tanning,  and  in  the  manufacture  of  ink  and  Prussian  blue. 

665.  PISANITE.    F.  Pisanl,  0.  R.,  xlviii.  807.    Pisanit  Kenng.,  Ueb.  1859,  10,  1860. 

In  concretionary  and  stalactitic  forms. 

Lustre  vitreous.    Color  bright  blue.    Becomes  ochreous  externally. 

Comp.— (Fe,  Cu)S+7  H;  or  a  copperas  with  three-fifths  of  the  iron  replaced  by  copper 
Analysis  by  Fisani  (1.  c): 
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S  29-90       Fe  10-98       Cu  15-56       H  43  o6 

Pyr.,  etc. — B.B.  gives  with  the  fluxes  reactions  for  copper.    Otherwise  Hke  melanterite. 
Obs. — Occurs  with  chalcopj'rite  at  a  copper  mine  in  the  interior  of  Turkey.    The  interior  of 
the  mineral  has  sometimes  druses  of  minute  crystals. 


666.  GOSLARITE.  Atramentum  sutorium,  candidum,  potissimura  rcperitur  G-oselarise,  trans- 
lucidum,  crystahi  instar,  Agric,  Foss.,  213,  1546.  A.  album  fossile  durum  G-oslarianum  Gesner, 
Foss.,  13,  1565.  Yitriolum  Zinci  album  nativum,  Galizensten,  Hvit  Yiktril,  Wall.,  157,  1747. 
Zinc  Vitriol,  White  Vitriol,  White  Copperas,  Sulphate  of  Zinc.  Zinc  sulfatee,  Couperose  blanche, 
Fr.    Gallizinite  Beud.,  Tr.,  446,  1824.    Goslarit  Haid.,  Handb.,  490,  1847. 

Orthorhombic.  I A  7=90°  42' ;  6>  A  1-2  =  150°  10';  a:h  :  c=0-d73o  : 
1  :  1-0123.  Observed  planes:  /,  i-l,  i-2,  l-^,  l-i,  1,  2-2.  1-i  A  l-l,  top, 
=  120°  20',  l-i  A  l-i,  top,  =  120°  3',  O  A  1=110°  57',  1  A  1,  mac, =127°  27', 
1  A  1,  brach.,  =  126°  45'.    Cleavage  :  i-l  perfect. 

H.  =  2-2-5.  G.  =  2'036;  1-9-2-1;  1*953,  artificial  crystals,  Scliill. 
Lustre  vitreous.  Color  white,  reddish,  bluish.  Transparent — translucent. 
Brittle.    Taste  astringent,  metallic,  and  nauseous. 

Comp.— 2n  S  +  7  H=Sulphurlc  acid  27-9,  oxyd  of  zinc  28'2,  water  43-9  =  100,  Beudant 
obtained  for  a  specimen  from  Schemnitz  (Tr.,  ii.  481)  S  29-8,  Zu  28-5.  Mn  0-T.  Fe  0*4,  H  40-8  = 
li»ii-2.  which  corresponds  to  6  H.  Klaproth  obtained  (Beitr.,  v.  193;  S  22-U,  Zn  21  o,  Mu  O'S,  H 
5u-0=100. 

Pyr.,  etc. — Yields  water.  On  charcoal  with  soda  gives  a  zinc  coating,  and  a  sulphid  which 
tarnishes  silver.    Easily  soluble  in  water. 

Obs. — This  salt  is  formed  by  the  decomposition  of  blende,  and  is  found  in  tlie  passages  of  mines. 
It  occurs  at  the  Rammelsberg  mine  near  G-oslar,  in  the  Harz ;  at  Schemnitz  in  Hungary;  at 
Falilun  in  Sweden  ;  and  at  Holywell  in  Wales.    It  is  not  of  common  occurrence. 

it  is  manufactured  for  the  arts,  and  is  very  extensively  emploj^ed  in  medicine  and  dyeing. 
White  vitriol,  as  the  term  is  used  in  the  arts,  is  the  sulphate  of  zinc  in  a  grauidar  state,  like  loaf 
sugar,  produced  by  melting  and  agitation  while  cooling. 

The  name  Gallitzenite,  which  has  priority,  was  given  the  mineral  by  Beudant  from  a  popular 
German  name  Galitzenstein.  But  although  so  caUed  in  Germany,  zinc  vitriol  is  not  a  stone  from 
Gaiicia  (Poland),  as  the  word  impUes,  while  it  is  eminently  a  product  of  the  mines  of  Goslar  in 
the  Harz.    Haidinger's  name  Goslarite  is  therefore  adopted  for  the  species. 

667.  BIEBSRITE.  Cobalt  Vitriol  Sage,  J.  de  Phys.,  xxxix.  53,  1791.  Kobaltvitriol  Kopp, 
Gehleii's  J.,  II.  vi.  157,  1808.  Red  Vitriol.  Sulphate  of  Cobalt.  Rhodhalose  Beud.,  Tr.,  ii. 
481,  1832.    Bieberit  Haid.,  Handb.,  489,  1845. 

Monoelinic.    Usually  in  stalactites  and  crusts,  investing  other  minerals. 
Gr.  =  1-921,  artificial  crystals,  Schill.    Lustre  vitreous.    Color  flesh-  and 
rose-red.    Subtransparent — translucent.    Friable.    Taste  astringent. 

Oomp. — Co  S -I- 7  H= Sulphuric  acid  28-4,  oxyd  of  cobalt  25-5,  water  46-1  =  100.  Analyses' 
1,  J.  H.  Kopp  (Gehlen's  J.,  II.  vi.  157);  2,  Winkelblech  (Ann.  d.  Pharm.,  xiii.  265);  3,  Beudant 
(L  c);  4,  5,  Schnabel  (Ramm.  4th  SuppL,  118): 

H 

41 -55^=100  Kopp. 

46-83,  Mg  3-8(3  =  99-65  Winkelblech. 
41-2,  Fe  0-9  Beudant. 

45-22.  Ca  0-43,  Mg  0  83.  CI  0-09,  insol.  1-14=100-12  Schn. 

38-13,  Ca,  Mg  tr.,  CI  0  05  insoh  24-04=100  Schn. 

Kopp's  analysis  corresponds  to  60-S  +  8H:  but  the  existence  of  such  a  compound  is  ver^ 
doubtful    The  artificiaUy  prepared  cobalt  vitriol  has  the  composition  above  given. 


s 

Co 

1. 

Bieber 

19-74 

38-71 

2. 

29-05 

19-91 

3. 

30-2 

28-7 

4. 

Siegen 

'28-81 

23-30 

5. 

K 

20-84 

16-50 

6^8 


OXYGEN  COMPOUNDS. 


Pyr.,  etc. — In  a  matrass  yields  water,  and  when  strongly  heated,  sulphurous  acid.  Com- 
municates a  blue  color  to  glass  of  borax. 

Obs. — In  the  rubbish  of  old  mines  at  Bieber,  near  Hanau  ;  at  Leogang  in  Saltzburg;  at  Treg 
Puntos,  near  Copiapo,  Chili. 

Beudant's  name  Bhodhalose  is  not  an  admissible  derivative  from  'onodtii,  rose-colored,  and  u,\c, 
sali^  and  is  unmineralogical  in  its  termination ;  it  should  have  been  Rliodolialiie.  Instead  of  making 
it  right  (in  which  case  it  would  be  no  longer  Beudant's  name),  it  appears  better  to  adopt  the 
name  applied  by  Haidinger,  derived  from  the  longest  known  locality. 

668,  MORENOSITE.  Nickel- Viktril,  Yitriolum  ferrum  &  niccolum  contiuens  ("  of  a  deep 
green  color,  with  Kupfernickel,  in  Cobalt  mines  ")  Cronst.  (the  discov.  of  the  metal  Nickel),  Min., 
114,  1758.  Niccolum  vitriolatum  (interdum  e  mineris  sulphuratis  fatiscentibus  genitum) 
Bergm.,  Sciagr.,  50,  1782.  Sulfato  de  niquel  (fr.  G-alicia)  JD.A.  Casares,  1849,  A.  M.  Alcibar,  in 
Revista  Mmera,  Madrid,  305,  1850.  SuLfato  de  nickel,  Morenosita,  Casares,  ib.,  176,  March, 
1851.  Nickel  Vitriol  T.  S.  Hunt,  this  Mm.,  679,  1850,  Logan's  G.  Rep.  Can.,  1863.  Pyrome- 
hne  V.  Kob.,  Gel  Anz.  Miinch.,  xxxv.  215,  1852,  J.  pr.  Ch.,  Iviii.  44. 

In  acicular  crystals  and  thin  prisms.  Also  fibrous ;  and  as  an  efflores- 
cence. 

H.  =  2—2*25.  G.=2'00i,  Fiilda.  Lustre  vitreous.  Color  apple-green 
to  greenish-white.  Streak  white,  faintly  greenish.  Soluble  ;  taste  metal- 
lic astringent. 

Comp. — Ni  S+7  fi=Sulphuric  acid  28-5,  oxyd  of  nickel  26*7,  water  44'8  =  100.  Analyses: 
1,  2,  Fulda  and  K6rner(Ann.  Ch.  Pharm.,  cxxxi.  217): 

S  Ni  fi'  Is 

1.  Riechelsdorf       28  54       26-76       44-43       0-27  ==100  Fulda. 

2.  "  28  42       26-59       44-83       0-24=100  08  Korner. 

In  the  mineral  from  G-alicia,  on  which  the  species  was  instituted,  the  nickel  vitriol,  according 
to  Casares  (1.  c),  was  mixed  ^A■ith  a  little  sulphate  of  copper  and  iron  ;  while  that  of  Canada, 
according  to  Hunt,  appeared  to  be  pure  nickel  vitriol. 

Pyr.,  etc. — B.B.  in  tube  gives  water,  strongly  acid,  swells  up,  and  hardens,  becoming  yellow 
and  opaque.  On  charcoal  glows  strongly  and  evolves  sulphurous  acid  With  borax  and  phos- 
phorus salt  gives  a  distinct  nickel  reaction.  -  The  Riechelsdorf  mineral  colors  the  outer  flame 
blue,  from  the  presence  of  arsenic. 

Obs. — A  result  of  the  alteration  of  nickel  ores.  Occurs  near  Cape  Hortegal,  in  GaHcia,  Spain; 
on  magnetite,  with  which  some  millerite  is  mixed  ;  at  Riechelsdorf,  in  Hesse  ;  as  an  earthy  crust, 
mountain-green  in  color,  with  native  bismuth  and  arsenical  nickel,  at  the  Friedens  mine  near 
Lichtenberg  in  Bayreuth  (pjTomeline).  Also  in  acicular  crystals  and  crusts  at  Wallace  mine. 
Lake  Huron,  upon  a  sulphuret  of  nickel  and  iron;  at  the  Gap  nickel  mine,  Lancaster  Co., 
Pennsylvania. 

Named  by  Casares  after  Mr.  Moreno,  of  Spain.  A.  M.  Alcibar  states  that  Prof  Casares  sent  a 
communication  on  this  mineral  to  the  Societe  de  Pharmacie  of  Paris  in  1849,  which  was  not  pub- 
lished. 

669.  CHALCANTHITE.  X,i\K,h,9n;  Chalcanthum  pt.,  Dioscor.,  PUn.,  Atramentura  coeruleum 
Agric,  Gesner.  Yitriolum  Cupri=V.  Cypri=V.  Yeneris,  PFaZ^..  Cronst.  Sulphate  of  Copper,  Blue 
Yitriol,  Copper  Yitriol.  Kupfervitriol  Gerra.  Couperose  bleue,  Cuivre  sulfate,  Fr.  Yitriolo  di 
Kama  Ital.    Cyanose  Beud.,  Tr.,  ii.  486,  1832.    Chalkanthit  v.  Kobell,  Tafeln,  31,  1853. 

Triclinic.  •  0  A  7=109°  32',  0  A  /'=127°  40',  I A  7=123°  10.  Oa1  = 
125°  38',  7a1=:12()°  10',  6>  A  •^-^=120°  50',  0  A  i-i  =  103°  27'  and  76"" 
33'.  Cleavage  :  7  imperfect,  7  very  imperfect.  Occurs  also  amorphous, 
stalactitic,  reniform. 


HYDROUS  SULPHATES. 


H.=:2-5.  G. =2-213.  Lustre  vitreous.  Color 
Berlin-blue  to  sky-blue,  of  difi'erent  shades ; 
sometimes  a  little  greenish.  Streak  uncolored. 
Subtransparent  — translucent.  Taste  metallic 
and  nauseous.    Somewhat  brittle. 

Comp.— Ou  S  + 5  lT=Snlphuric  acid  B2i,  oxyd  of  copper 
31'8,  water  86'1  =  10().  Oftcu  mixed  with  melanterito.  Bluish 
crystals  from  mud  at  the  Cronebaue  copper  mine  of  Wicklow 
contain,  according  to  Mr.  Mallet,  34'2  of  sulphate  of  iron  to 
65 '7  of  sulphate  of  copper. 

Pyr.,  etc. — In  the  closed  tube  yields  water,  and  at  a  higher  temperature  sulphuric  acid.  B.B. 
with  soda  on  charcoal  yields  metallic  copper.  With  the  fluxes  reacts  for  copper.  Soluble  in 
water ;  a  drop  of  the  solution  placed  on  a  surface  of  iron  coats  it  with  metallic  copper. 

Obs. — Blue  vitriol  is  found  in  waters  issuing  from  mines,  and  in  connection  witli  rocks  contain- 
ing chalcopyrite,  by  the  alteration  of  which  it  is  formed.  Some  of  its  foreign  localities  are  the 
Rammelsberg  mine  near  Goslar  in  the  Ilarz ;  Fahlun  in  Sweden ;  at  Parys  mine,  Anglesey ;  at 
various  mines  in  Co.  of  Wicklow  ;  formerly  in  crystals  an  inch  long  at  Ting  Tang  mine  in  Gwen- 
nap ;  also  Rio  Tinto  mine,  Spain.  The  waters  of  the  Rio  Tinto  mine  have  yielded  annually  1,800 
cwt.  of  copper,  consuming  2,400  cwt.  of  iron.  At  Wicklow  about  5iiO  tons  of  iron  were  laid  in 
the  pits  at  one  time,  and  in  about  12  months  the  bars  were  dissolved,  and  each  ton  of  iron  yielded 
1^  to  2  tons  of  a  reddish  mud  which  was  cement  copper,  containuig  for  every  ton  16  cwt.  of 
pure  copper.    It  has  been  observed  at  Vesuvius  among  the  products  of  the  eruption  of  1855. 

Found  at  the  Hiwassee  copper  mine,  also  in  large  quantities  at  the  Isabella  and  other  mines,  iu 
Polk  Co.,  Tennessee,  30  m.  from  Cleveland ;  at  the  Canton  mine,  Georgia ;  at  Copiapo,  Chili,  with 
stypticite. 

When  purilied  it  is  employed  in  dyeing  operations,  and  in  the  printing  of  cotton  and  Unen,  and 
for  various  other  purposes  m  the  arts.  It  is  manufactured  mostly  from  old  sheathing,  copper 
trimmings,  and  refinery  scales. 

On  the  ancient  chalcanthum  see  p.  645.  Beudant's  name  cyanose  (with  cyanosite  derived  from  it, 
from  Kvavoi)  is  rejected  like  other  names  in  which  the  terminal  s  of  the  Greek  is  retained.  More- 
over chalcanthite,  meaning  flowers  of  copper,  is  old  and  good. 

670.  CYANOCHROITE.    Cianocroma  Scacchi,  Mem.  Yesuv.,  191,  1855. 

Monoclinic.  C=7^°  S0'=O  A  i-i,  I A  7=108°  12',  0  A  1-).=153°  56^ 
0  A  14=1^1°  47',  0  A  2-fcll6°  49';  also  plane  2-2.  Occurs  as  a  crust, 
and  crystals  obtained  by  solution  and  evaporation.    Color  clear  blue. 

Oomp. — According  to  Scacchi,  a  hydrous  sulphate  of  potash  and  copper ;  (4  Ou  + 1  K)  S  +  3  H. 

Obs. — From  the  sahne  crusts  formed  on  the  lavas  during  the  eruption  of  Vesu\^ius  in  1855. 

Named  in  aUusion  to  the  color  from  Kvauog,  blue,  and  xf"'"^i  color.  Scacchi's  name  has  been 
changed  to  the  above,  iu  order  to  secure  the  termination  He  and  avoid  ambiguity  (the  mineral  con- 
taining no  chrome). 


671.  ALUNOGEN.  Hydro-trisulfote  d'alumine  Beud.,  Tr.,  449,  1824.  Davite  (?)  Mill, 
Quart,  J.,  1828.  Alunogene  Beud.,  Tr.,  ii.  488,  1832.  Solfatarite  pt.  Shep.,  Min.,  188,  1885. 
Keramohalit  Glocker,  Grundr.,  689,  1839.  Saldanite  Huot,  Min.,  ii.  451, 1841.  Stypterit  Glocker, 
Syn.,  297,  1847.  Halotrichit  pt.  Hausm.,  Handb.,  ii.  1174,  1847  (not  Halotrichit  Glocker). 
Schwefelsaure  Thonerde.  Sulphate  of  Alumina. 

Monoclinic,  Jurasky.  In  six-sided  tables  with  two  angles  of  92°  and 
four  of  134°.    Usually  in  delicate  fibrous  masses  or  crusts  ;  also  massive. 

H.  =  1'5  — 2.  G.  =  l-6  — 1*8.  Lustre  vitreous— silky.  Color  white,  or 
tinged  with  yellow  or  red.  Subtranslucent — subtransparent.  Taste  like 
that  of  common  alum. 
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OXYGEN  COMPOUXDS. 


Comp. — ^18'+ 18  TI=  Alumina  15-4,  sulphuric  acid  36  0,  water 48-6=1 00.  Analyses:  1,2 
Boussingault  (Anu.  Ch.  Phys.,  xxx.  109);  3,  Herapath  (Cli.  Gaz.,  1846);  4,  Hartwall  (Jahresb.,  x 
178);  o,  II.  Rose  (Pogg.,  xxvii  317);  6-9,  Rammelsberg  (Pogg.,  xliii  130,  399);  10,  J.  Jurask^ 
(Ast.  Bl.  f.  Lit,  1847);  11,  L.  Barth  (Ber.  Ak.  Wien,  xxiv.  2>9)  : 


S 

^1 

H 

¥e 

Mg 

Ca 

Si 

1   Rio  Saldana 

36-40 

16<tO 

46-60 

0  004 

0-004 

0-002 

 =99  01  Bouss. 

2.  Pasto 

35-68 

14-98 

49-34 

 =100-0(1  Bouss. 

3.  Adelaide 

35-63 

17-09 

46-70 

 ,  Cu  0-04.  insol.  0-50  Herapath. 

.4.  Milo 

40-81 

14-98 

40-94 

0-85 

1-13,  Na  1-13,  K  0-26,  H  CI  0  40  = 
100  Hart 

0.  Copiapo 

36-97 

14-63 

44-64 

2-58 

0-14 

1-37  =  100-33  Bose. 

G.  Kolosoruk 

35-82 

15-57 

48-61 

 =100  Ramm. 

7.  Friesdorf 

37  38 

14-87 

45-16 

0-15 

 ,  K  0-22,  Fe  2-46  =  100-24  R. 

8.  Potschappel' 

35-71 

12-78 

47 -t '2 

0-27 

0-64 

 ,  K  0-32,  Fe  0  67,  Mn  l-('2  R. 

9.  Freienwalde 

35-64 

11-23 

48 -84* 

i-91 

0-45 

0-43,  FeO-72,  K  0-47,  Mn  0  31  = 
100  Ramm. 

10.  Konigsberg 

36-T5 

14-30 

44-60 

2-15 

 ,  insol.  2-01  =  99-81  Juraskv 

11.  PusterY.,  Tyrol  36-0 

15-8 

48-4 

 =  100-2  Barth. 

*  And  loss. 


Beudaut  obtained  in  his  anal7sis  of  a  specimen  from  Guadaloupe,  the  first  made  of  the  species 
(Tr.,  449,  1832  ),  S  39  94,  ':&\  16-76,  H  36-44.  potash  alum  4-58.  green  vitriol  1  94,  which  gives  12  H 
instead  of  18  H.  The  other  analyses  agree  well  in  the  latter,  and  the  diflerence  is  probably  an 
error. 

Davite  N.  Mill  (Brandes  Q.  J.,  xxv.  382,  1828)  from  a  hot  spring  at  Chiwachi,  a  day's  journey  from 
Bogota,  afforded  him  S  28-8,  ^1  15-0,  H  51*8,  Fe  1-2,  with  eartliy  matters  3  2=100.  Requires 
investigation.    Anal.  10  is  of  the  keramohaliie  of  Jurasky,  from  near  Konigsberg. 

Pyr.,  etc. — Yields  water,  and  at  a  higher  temperature  sulphuric  acid,  in  ihe  closed  tube. 
Gives  a  fine  blue  with  cobalt  solution.    Soluble  in  water. 

Obs. — This  species,  a  hydrous  sulphate  of  alumina,  results  both  from  volcanic  action,  and 
the  decomposition  of  pyrites  in  coal  districts  and  alum  shales,  and  occurs  at  the  localities  above 
mentioned,  besides  many  others.  The  Pasto  mineral  was  from  the  crater  of  a  volcano.  It  has 
been  observed  by  Scacchi  at  Vesuvius ;  at  Konigsberg,  Hungary,  it  occurs  in  thick  druses  with 
iron  vitriol.  It  is  found  as  an  efflorescence  in  numerous  places  in  the  United  States.  A  white 
fibrous  alunogen  ('?)  occurs  abundantly  at  Smoky  Mtu.,  Jackson  Co.,  N.  C,  where,  it  is  said,  tons 
may  be  obtained. 

This  species  was  made  known  by  Beudant,  and  by  him  first  named  Alunogen.  The  word  is  a 
cross  between  French  and  Greek,  and  therefore  objectionable ;  but  not  worse  than  some  others 
of  minerals  that  are  accepted.  Should  davite  tmn  out  to  be  the  same  thing,  this  name  would 
have  the  precedence  in  time ;  but  still  it  could  not  claim  recognition  on  tlie  basis  of  an  analysis 
proved  to  be  so  greatly  in  error. 

672.  COQUIMBITE.    Neutrales  schwefelsaures  Eisenoxyd  G.  Rose,  Pogg.,  xxvii.  309,  1833. 
White  Copperas.    Coquimbit  Breitli.,  Handb.,  100,  1841.  . 

Hexagonal.  Prisms  usually  with  the  terminal  edges  deeply  replaced. 
0  A  1=^151°,  /  A  1  =  119°,  1  A  1  =  128°  8'.  Cleavage:  /,  imperfect.  Also 
in  fine  granular  masses. 

II,  =  2— 2-5.  G.  =  2— 2-1.  Color  white,  yellowish,  brownish,  sometimes 
with  a  pale  violet  tint.    Taste  astringent. 

Comp.— FeS^+ 9  H= Sulphuric  acid  42-7,  sesquioxyd  of  iron  28-5,  water  28-8  =  100.  Analy- 
ses; 1,  2,  H.  Rose  (L  c.) : 

S       Fe  ^1     Ca     Mg     Si  fi 

1.  Crystalline    43-55    24-11  0-92    0-73    0-32    0-31    3(i-lO=100-04  Rose. 

2.  Granular     43-55    25  21  0-78    0-14    0-21    0-37    29-98  =  100-24  Rose. 

Pyr.,  etc. — B.B.  resembles  melanterite.  Wholly  soluble  in  cold  water ;  if  the  solution  be 
heated,  sesquioxyd  of  iron  is  copiously  precipitated-  Dilute  muriatic  acid  dissolves  all  except 
the  silica. 


HYDROUS  SULPHATES. 
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Obs. — Forms  a  bed  in  a  feldspatliic  or  trachytic  rock,  in  the  province  of  Coquimho,  ibout  half 
a  day's  journey  from  Copiapo.  The  bed  of  salt  is  on  the  increase,  and  is  prolju'uly  derived  from 
decomposing  sulphids.  Pits  20  ft.  deep  have  been  formed  in  it  by  the  people  of  the  country. 
Occurs  also  in  Bolivia  near  Calama.  constituting-  the  greater  part  of  a  large  hilL 

Observed  by  Scacchi  about  fumaroles  alter  the  eruption  of  Vesuvius  in  18o5,  partly  in  a 
brownish  iriaV)le  crust,  which,  by  solution  and  evuporatiou,  allbrded  yellow  hexagoual  crystals; 
also  as  a  yellowish  crust,  in  many  parts  tinged  green,  compact  in  texture,  with  the  lustre  of  a  sur- 
face of  fracture  very  bright. 

G-radich  states  (Ber.  Ak.  Wien,  xxviii.  272,  1858)  that  a  specimen  of  coquimbite  from  Copiapc 
in  the  museum  at  Vienna  has  the  optical  characters  of  his  roemerite,  and  tberetbre  cannot  be 
hexagonal,  and  he  suggests  that  the  two  minerals  may  be  identical. 

A  related  ochre-yellow  mineral  from  Algodonbai  in  Bolivia,  afibrded  v.  Bibra  fJ.  pr.  Ch..  xcvi. 
2U(i)  "S  y>0-i>'>,  ¥e  43-89,  Ca  4-21,  H  21  •20,  CuP  tr.  =  dy-o3;  which,  if  the  lime  be  separated  as 
gypsum  (10-2  1  p.  c).  becomes  iS  50-34,  Fe  27-80,  H  21-S6  =  ]()0.  It  is  partly  soluble  in  water, 
but  the  solution  contains  no  iron. 


ALUM  AXD  HALOTPJCIIITE  GROUPS. 

...  Groups  of  Tersiilpliates  having  the  ratio  of  base  and  acid,  and  also  of  R, 
R,  1  :  3 ;  all  very  soluble,  and  having  more  or  less  the  astringent  taste  of 
common  ahmi.    H.  =  2— 2-5.    G.  =  l-56  — 2.    The  Alums  have  2-1:  H  to  4: 
and  are  isometric ;  the  Halotrichites  have  22  H  instead  of  24:  il,  and  are 
not  isometric,  being  either  orthorhombic  or  monoclinic. 

The  species  here  included  are  not  easily  distinguishable  by  the  taste  or  external  characters,  and 
hence  early  authors  on  minerals  include  all  under  one  or  two  names.  The  old  S3nionymy  and  the 
history  of  tiie  species  are  therefore  more  conveniently  given  here  than  under  the  several  sub- 
divisions of  the  group. 

^Tn-rno'n  Gr.  Xhimen  PI  in.  [embracing  vitriols  as  well  as  the  alums].  Lykt-i)  'rr'TT-rioia  Dioscor. 
[embracing  the  fibrous  or  feathery  kinds.  being  from  o-y<(oj,  I  cut,  ar.d  alluding  to  the  easy 

subdivision  into  fibres].  Toixt-rn  Dioscor.  [fr.  doii,  hair,  it  embracing  capihary  kinds].  Alumen 
fossile.  Germ.  Alaun,  Gesner,  Foss.,  1565  [vitriols  being  excl,  and  comprising  the  var.  A.  cau- 
didum  Xeapohtauum  (fr.  Xaples),  A.  capiUare.  ib.,  A.  Placodes  (latas  crustas  habens),  ib.,  etc.]. 
Alun,  Alumen  [including  var.  a  sohdum,  S  crystalhsatum,  y  plumosum,  or  Fjader-Alun],  TTa//., 
Min..  161,  1747.  Alun.  Argilla  acido  vitrioh  imbuta,  Cronst,  115,  1758.  Argilla  vitriolata  [= 
Sulphate  of  Alumine]  Bergm.,  Sciagr.,  1782.  Alaun,  Haarsalz,  Federalaun  [all  as  one  species,  or 
if  two,  without  right  distinctions],  Wern.,  and  other  Mia.  before  1800.  Alumine  sulfatee  alkahne 
H.^  Tr.,  ii,  278,  1801  [citing  Vauquelin's  anal,  of  potash-alum,  but  including  all  alums]. 

In  1795  Klaproth  proved  (Beitr.,  i.  311),  and  in  17  92  Breislak  (Essais  Miu.  sur  la  Soifatara,  etc  ), 
that  some  alum  (that  of  Miseno  and  the  Soifatara.  near  Xaples )  was  potash-alum.  In  1802  Klap- 
roth showed  (Beitr.,  in.  102)  that  the  Federalaun  of  Freyeuwald  was  iron-alum.  Beudant 
ascertained  that  there  was  a  native  alum-like  mineral  which  had  the  constitution  attributed  last 
century  to  true  alum — that  is,  was  a  simple  sulphate  of  alumina,  without  an  alkali  or  other  prot- 
oxyd  (^Tr.,  449,  1824).  Gl-raner,  in  18-il  (Gilb.  Ann.,  Lsix.  218),  made  known  a  native  ammoma- 
alum;  Thomson,  in  1828  (Ann.  Lyc.  K  Y.,  iiL  19,  1828),  a  native  soda-alum;  A.  A.  Hayes,  in 
1845  (Am.  J.  Sci.,  xlvii.  360  ),  a  magnesia-alura. 

673.  TSCHSRMIGITE.    Ammonia  Alum.  Ammoniakalauc,  Ammonalaun,  Germ.  Ammon- 
alun  Beud.,  ii.  497,  1832.    Tschermigit  v.  KobeU,  Tafehi  Bestimm.,  1853. 

In  octahedrons  and  fibrous. 

H.  =  l  — 2.  G.  =  l*50.  Lustre  vitreous.  Color  white.  Transparent  tc 
translucent. 

Comp.— XH^OS  +  ^1  8=^+24  ti={i  (XH^  0)^+f  ^1)  S'+18  H=Sulphate  of  ammonia  14 
sulphate  of  ahimina  37*8,  water  47 '6= 100. 

Analyses:  1,  Pfaft^  (Handb.  An.  Ch.,  ii.  47);  2,  Lampadius  (Glib.  Ann.,  Ixx.  182,  Ixjdv.  183)' 
3  Stromever  (Pogg.,  xxxi.  137): 
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S  ^1  NH^O        fi  Mg 

1.  Tschermig       36-00  12-14         6-58  45  00  0-28  =  100  Pfaff. 

2.  "  38-58  12-34        4-12  44-96   =100  Lampadius. 

3.  "  36-065  11-602       3  '721  48-390  0-115  =  99-893  Stromeyer. 

Pyr.,  etc. — In  the  closed  tube  yields  water  and  sulphate  of  ammonia ;  B.B,  sublimes ;  on  char 
coal  gives  a  coating  of  sulphate  of  ammonia,  and  leaves  a  residue  which  gives  a  fine  blue  with 
cobalt  solution ;  with  soda  gives  ammonia  fumes,  and  the  reaction  for  sulphuric  acid. 

Obs. — From  Tscherraig,  Bohemia.  This  salt  is  manufactured  from  the  waste  of  gas  works, 
and  used  extensively  in  place  of  potash  alum. 


674.  KALINITIj.    Potash  Alum.    Native  Alum.    Kahalaun,  Kahnischer  Alum,  Kalinischer 
Alumsulphat,  Germ.    Kalinite  Dana. 

Isometric.    Usually  fibrous  or  massive,  or  in  mealj  or  solid  crusts. 
H.=2— 2'5.    G.  =  1'75.    Lustre  vitreous.    Color  white.  Transparent 
to  translucent. 

Comp.— KS+^rS'+24H=(iK3  +  f  3^1)S'+18H=Sulphate  of  potash  18-4,  sulphate  of  alu- 
mina 36*2,  water  45-5  =  100. 

Pyr.,  etc. — B.B.  fuses  in  its  water  of  crystallization,  and  froths,  forming  a  spongy  mass;  with 
cobalt  solution  an  intense  blue;  on  charcoal  g-ives  a  hepatic  mass.  Soluble  in  from  16  to  20  times 
its  weight  of  cold  water,  and  in  little  more  than  its  weight  of  boiling  water. 

Obs. — Effloresces  on  argillaceous  minerals,  and  more  particularly  alum  slate.  Whitby  in  York- 
shire is  a  noted  locality,  also  Hurlet  and  Campsie  near  Glasgow.  Also  obtained  at  the  volcanoes 
of  the  Lipari  isles  and  Sicily.  Cape  Sable,  Maryland,  affords  large  quantities  of  alum  annually. 
In  the  caves  of  the  Unaka  Mts.,  Eastern  Tennessee,  especially  at  Sevier,  masses  a  cubic  foot  in 
size  may  be  obtained ;  also  in  the  "  Black  Slate  "  of  Middle  Tennessee ;  and  in  caves  along  the 
valleys  and  gorges  of  the  streams  in  De  Kalb,  Coflfee,  and  Franklin  Cos.,  Tenn.  (Salford). 


675.  VOLTAITE.    Yoltaite  A.  Scacchi,  Ac.  Sci.  Nap.,  1840. 


Isometric.  In  octahedrons,  cubes,  dodecahedrons,  and  combinations  of 
these  forms. 

Lustre  resinous.  Color  dull  oil-green,  greenish-black,  brown,  or  black. 
Streak  grayish-green.  Opaque. 

Comp.— FeS+3FeS'+24H,  Scacchi,  =  FeS  15-4,  3PeS'  40-6,  44-0  =  100;  but  not  from  a 
complete  analysis.  Dufrenoy's  analysis  (Ann.  d.  M.,  III.  ix.  165)  is  not  correct  according  to 
Scacchi  (:\[em.  G.  Camp.  Napoli.  89,  1849). 

Abich  has  obtained  an  artificial  salt  of  similar  characters,  which  has  the  formula  (|  (Fe,  K)^-|- 
1 3Fe)  S^+4  H,  and  the  composition  : 

S  48-32       ^1  2-20       3Fe  It-Go       Fe  11-60       Xa  6-25       K  0*4       H  15-94 

a  little  of  the  iron  being  replaced  by  aluminum.  It  is  supposed  that  voltaite  corresponds  to  it 
essentially  in  composition. 

Paulinyi  has  found  crvstals  of  a  similar  compound  at  Kremnitz.  They;  afford  the  formula 
(Tschcrmak,  Anz.  Ak.  Wien,  1867,  218)  (|(Fe,  K)^-+-^ Fe)  S'  +  4^H,  with  Fe  :  K=4  :  1,  and  a 
little  aluminum  replacing  iron. 

Pyr.,  etc. — Soluble  in  water  with  difficulty,  and  at  the  same  time  decomposes. 

Obs. — This  species  was  first  observed  at  the  Solfatara  near  Naples,  by  Breislak  (1792).  It  has 
been  found  by  F.  Ulrich  at  the  Rammelsberg  mine  near  Goslar.  The  last  contains  protoxyd  of 
manganese,  as  weU  as  of  iron. 

676.  Blakeite  Dana,  Min.,  1850.  J.  H.  Blake  has  described  an  iron-sulphate  from  Coquimbo, 
which  he  refers  to  coquiinbite  ;  but  it  occurs  in  regular  octahedrons,  and  assumed  tlie  same  f  :)rm 
on  solution  and  recrvstallization.  He  obtained  in  an  analysis  S  41*37,  Fe  26  79,  Al  I'Uo,  Mg 
0-30,  6i  0-82,  li  29-46=99-68.    Requires  further  investigation. 
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677.  MENDOZITE.    Soda  Alum.    Xatronalaun,  Xatrumalaun,  Germ.    Natronalun  Huot.  ii 
448,  1841.    Solfatarite  pt.  Shep.,  Miu.,  ii.  187,  18;^5  (not  in  Min.  of  1857).    Mendozite  Dana. 

Ill  white  fil)rous  masses. 

H.  =  3,  and  G.  =  1*SS,  Thomson.     Externally  white   or  pulverulent. 

Some  resemblance  to  fibrous  gypsum,  but  harder. 

Comp.— Xa  S  +  3crS^  +  22  H  =  Sulphate  of  soda  IG'l,  sulphate  of  alumina  39-0,  water  44-9  = 
100;  or,  Sulphuric  acid  'dz-'6,  aluiiiiua  11*7,  soda  7'1,  water  44*9  =  10U.  Analysis  by  ThomsoQ 
(Ann.  Lyc.  X.  Y.,  1828): 

St.  Juan  near  Mendoza       S  37-70       ^1  12-00       Xa  7  96  41  •96  =  99-62. 

Pyr.,  etc. — Res  ambles  ordinary  alum. 

Obs. — Occurs  near  Mendoza,  east  of  the  Andes. 

Thomson  found  for  the  composition  of  a  soda  alum  from  Southern  Peru_  which  Jie  called  Sub- 
sesquisulphate  of  Alumina  (Phil.  Mag.,  III.  xxii.  IbSj,  S  32-95,  ^1  22-55,  Xa  and  S  6-50,  H  3y-20 
=  lol-20.  G.=:l-584. 

Shepard  states  in  Am.  J.  Sci.,  xvi.  203,  1829,  that  the  alum  of  the  island  of  Milo  is  a  soda  alum 
related  to  Thomson's ;  but  in  vol.  xxii.  387.  ib.,  he  admits  a  doubt,  on  the  ground  of  Hartwall'a 
analysis  of  a  Milo  alum,  which  makes  it  Alunogen  (q.  v.).  Shepard's  name  solfatarite  (which  he 
has  since  rejected)  was  based  upon  its  occurring  in  solfataras,  and  not  in  the  Naples  solfatara,  to 
which  no  allusion  is  made  in  his  edition  of  IbBb  ;  and  under  it  he  gave  three  analyses  of  aluno- 
gen, with  the  one  of  soda-alum  by  Thomson.    The  Mendoza  mineral  is  not  from  a  solfatara. 

678.  PICKERINGITE.    Hayes,  Am.  J.  ScL,  xlvi.  360,  1844.    Magnesia  Alum  fo.  Magnesi- 

alaun.  Talkerde-Alaun,  Germ. 

Monoclinic  ?  In  fine  acicular  crystals  ;  long  fibrous  masses  ;  and  in 
eftiorescences. 

H.=l.  Lustre  silky.  Color  white,  yellowish.  Becomes  pulverulent 
and  white  on  exposure.    Taste  bitter — astringent. 

Comp. — MgS+3clS^+22fi=Sulphuric  acid  37-3,  alumina  12-0,  magnesia  4*6,  water  46"1. 
Analyses:  1,  A.  A.  Hayes  (1.  e.) ;  2,  How  (J.  Ch.  Soc,  II.  L  200): 

S       Al    Fe,MnMg    Ca     K  H 

1.  Iquique  3t^-32  12-13    0-43    4-6S  0-13           45-45,  H  CI  0  60=99-74  Hayes. 

2.  Ise\\^ort  N.  S.  36-33  10-64    0-58    4-79           0  23  45  06,  Co  0-06,  Xi  014,  slate  0-72  =  99-57  H. 

In  two  other  trials  How  found  for  S  36-36,  36'59,  and  for  H  46-16.  46-07. 

Pyr.,  etc. — In  the  matrass  yields  water,  and  acts  hke  other  alums.    Tastes  like  ordinary  alum. 

Obs. — From  near  Iquique,  in  Peru ;  also  from  X.  Scotia,  in  Xewport,  on  the  bank  of  the 
Meander,  as  an  efflorescence  on  the  slate  or  shale  (Silurian)  of  a  sheltered  cUfF,  where  it  results 
from  the  action  on  the  shale  of  decomposing  pyrite — and  probably  a  kind  containhig  traces  of 
cobalt  and  nickel.  How  observes  that  the  fibres  in  this  mineral  are  oblique  in  crystallization,  and 
that  it  contains  only  22  H;  and  that  it  is  therefore  not  a  true  alum. 

679.  APJOHNITB.     Manganese  Alum  Apjohn,  PhiL  Mag.,  xii.  103,  1838.  Manganalaun. 

Apjohnit  Glocker,  Syn.,  298,  1847. 

In  fibrous  or  asbestiform  masses,  white,  and  with  a  silky  lustre. 

Oomp. — ]\'ln  S  +  i^lS^+ 24 H= Sulphate _of  manganese  16-3,  sulphate  of  potash  S7-0.  water 
46-7  =  100.  How  suggests  the  formula  Ma  S  + Al  S^-j-  22  H,  which  would  correspond  to  44-54  p.  c. 
of  water  and  35*96  S,  supposing  some  loss  of  the  sulphuric  acid  in  the  heating  to  determine  the 
water. 

Analysis  :  Apjohn  (Phil.  Mag.,  1.  c.) : 


S  32-79       ^1  10-65       iJn  7-33  (=Ma  6-60)       H  48-15       MgS  1-08  =  100. 
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Pyr. — Nearly  the  same  as  for  ordinary  alum,  but  gives  with  fluxes  a  reaction  for  manganese. 
Obs. — From  Lagoa  Bay  in  South  Africa. 


680.  BOSJEMANITE.    Manganese  Alum  pt.,  Mangano-magnesian  Alum.  Bosjemanite  Dana. 

Monoclinic  ?  In  silky  acicnlar  or  capillary  crystallizations ;  and  as 
crnsts  and  efflorescences.  Taste  like  that  of  ordinary  alum,  but  less 
strong. 

Comp,— (Mr,  Mg)S  +  ^rS'  +  22  H(How)=if  Mn  :  Mg  =  l  :  2,  Sulphuric  acid  36-82,  alumina 
11*83,  protoxyd  of  manganese  2'73,  magnesia  3-06,  water  45*56  =  100.  Analyses:  1,  Stromeyer 
(Pogg.,  xxxi.  137);  2,  J.  L.  Smith  (Am.  J.  Sci.,  11.  xviii.  379);  3,  E.  Schweizer  (Kenng.  Uebers., 
1859,  12): 

S        ^1     Fe      Mn     Mg    Ca     K  H 

1.  Bosjeman  R,  Afr.  86-77    11-52    2-17    3-69    45  74,  KCl  0-20  =  100  8. 

2.  Utah  35-85    l(i-40   0-15    2*1-2    5*94    0  20  46  00  =  100-66  Smith. 

3.  Maderan  VaU.        35*96    10*55   1  06    2*51    3  74  0-27   0-58  44*26,  Cu  0-22,  insol.  1 -12  =  100. 

In  the  last  there  was  some  ammonia  with  the  water. 
Pyr.,  etc. — As  under  apjohnite. 

Obs. — It  covers  the  floor  of  a  cave  near  Bosjeman  river  in  Southern  Africa,  to  a  depth  of  six 
inches ;  the  roof  is  a  reddish  quartzose  conglomerate,  containing  magnesia  and  pyrites ;  it  rests 
on  a  bed  of  epsomite.  \\  inches  thick ;  also  found  in  Maderan  valley  in  Canton  Uri,  Switzerland 
(called  keramohalite  by  Schweizer) ;  and  at  Alum  Point  near  Salt  Lake,  in  Utah.  This  Utah 
mineral  was  made  a  manganesian  alum  by  Dr.  Gale  (Am.  J.  Sci.,  II.  xv.  4o4,  185:s). 

681.  HALOTRIOHITE.  Federalaun  von  Freyenwalde  (with  anal,  showing  it  to  be  an  iron 
alum)  Klapr.,  Beitr.,  iii.  102,  1802.  Eisenalaun  Germ.  Iron  Alum.  Halotrichit  G'ocker^ 
Grundr.,  691,  1839.  Hversalt  Forchhammer,  Jahresb.,  xxiii.  263,  1843.  Halotrichine  Scacchi, 
Mem.  Geol.  Camp.  Nap.,  84,  1849. 

Silky  fibrous.  Yellowish-wliite.  Taste  inky-astringent.  ■  Becomes  dull 
and  puh^erulent  on  exposure. 

Comp. — Fe  8+2^1  S^+ 22  H= Sulphuric  acid  35*9,  alumina  1  r5,  protoxyd  of  iron  8*1,  water 
44-5=100. 

In  the  Hversalt  of  Forchhammer  (1.  c.)  a  snraU  part  of  the  alumina  is  replaced  by  sesquioxyd 
of  iron,  and  of  the  protoxj^d  of  iron  by  magnesia.  Scacchi's  Halotrichine  (1.  c.)  may  belong  here; 
he  writes  for  the  formula  Fe  S+f  ^18^+  18  H.  If  part  of  the  iron  is  sesquioxyd  it  is  like  the 
hversalt. 

Analyses  :  1,  Berthier  (Ann.  d.  Mines,  v.  257) ;  2,  Rammelsberg  (Pogg.,  xliii.  399);  3,  B.  SiUi- 
man,  Jr.  (this  Min.,  226,  1850);  4,  Arppe  (An.  Finske  Min.,  1857);  5,  PhiUips  (Ann.  Ch.  Phys., 
xxiiL  322);  6,  Forchhammer  (1.  c.J;  7,  Scacchi  (1.  c.)  : 


S 

^1 

Fe 

Mg 

ft 

1. 

? 

34*4 

8*8 

12-0 

0-8 

44*0=100  Berth. 

2. 

Morsfeld 

36-03 

10-91 

9*:-!7 

0-23 

43*03,  K  0-43  =  100  Ramm. 

8. 

Oroomiah 

33-81 

10-62 

9-15 

41*61,  Si  3-34,  Pe  1-05=99*58  S. 

4. 

Finland 

34*71 

13-33 

6-23 

44-20=98*47  Arppe. 

5. 

Hurlet 

30-9 

5-2 

20-7 

43*2  =  10(1  Phillips. 

6. 

Hversalt 

35*16 

11-22 

4-57 

2*19 

45-63,  3Pe  1-23  =  100  Forchhammer. 

7. 

Halotrichine 

34-12 

9-76 

10*20 

45*92  =  100  Scacchi. 

Klaproth  obtained  for  the  "Feather  alum"  of  Freyenwalde,  Sulphuric  acid  and  water  77, 
alumina  15*25,  protoxyd  of  iron  7*50,  potash  0-25  =  100. 

Pyr.,  etc. — Fuses  in  its  own  crystallization-water,  cracks  open,  and  if  strongly  heated  givea 
ofl'  sulpliurous  acid,  leaving  a  brown  residue ;  with  the  fluxes  reacts  for  iron,  and  with  soda  on 
charcoal  gives  an  hepatic  mass. 

Obs.— Occurs  at  Bodenraais  and  at  Morsfeld  in  Rhenish  Bavaria.  Also  at  Oroomiah,  Persia, 
where  the  inhabitants  use  it  for  making  ink  of  a  fine  quality ;  at  Hurlet  and  Campsie  near  Glas- 
gow ;  at  Bjorkbackagard  in  Finland  (anal.  4).  Probably  at  RossviUe,  Richmond  Co.,  N.  Y,  (Beck) 
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The  ffversali  of  Forchhammer  is  an  allied  alum  from  Iceland.  Halotrichins  is  a  silky  alum  from 
the  Solfatara  near  Naples. 

The  name  Halotrichite  is  from  uA?,  salt,  and  Bp'i(,  hair. 

Berg-hutler  {Beurre  de  Montagne)  is  an  impure  alum  or  copperas  efflorescence,  of  a  butter-like 
consistence,  oozino-  from  some  alum  slates.  A  yellowish  kind  from  Wetzelstein,  near  Saalfeld, 
aftbrded  R.  Brandos  (Scliw.  J.,  xxxix.  417)  S  o"l-.S2,  AlT'OO,  Fe  9-97,  M(^0-8(»,  Na  0-72,  ammonia 
1*75,  II  4;)-50— 9'.)M0,  Another,  from  the  original  locality  at  Irtisch  in  the  Altai,  gave  Klaproth 
(Beitr.,  vi.  344)  S  3rO,  ^1  2  5,  Fe  6-0,  Mn  0-25,  Mg  6-25,  Oa4-o,  Na  0-25,  II 49-25. 


682.  RCEMERITE.    Roemerit  GraiHch,  Ber.  Ak.  Wien,  xxviii.  272,  1858. 

Moiioclinic.  6^=78°  59',  I A  /,  front,  =  101°  24:\  0  A  7=98°  30'  and  81° 
30;  OAi-i=10r  r,  OAi-l=m%  /A^4=129°  18^  Grailich.  Cleav- 
age :  clinodiagonal  perfect.  Coarse  granular,  the  grains  partly  crystal- 
lized. 

H.  =  2'75.  G.=2'15— 2*18  ;  mean  of  results  2*174.  Lustre  between  greasy 
and  vitreous.  Color  rust-brown  to  yellow.  Translucent.  Taste  saline, 
astringent,  vitriolic. 

Comp.— 0.  ratio  for  R,  fi,  S,  H=nearly  1  :  3  :  12  :  12 ;  R  S  +  Pe  S'  +  12  fl.  Mean  of  two 
analyses  by  Tschermak  (1.  c.) : 

S        ¥e      Fe     Zn      Mn     Ca      Mg      H  insol. 
(1)41-54    20-G3    6-26    1-97      tr.      0-58     ir.      28-00  0-50=99-48. 

Pyr.,  etc. — Probably  the  same  as  for  copiapite.    Reactions  of  iron  and  zinc. 
Obs. — From  the  Rammelsberg  mine  near  Groslar,  along  with  copiapite. 


683.  COPIAPITE.  Miav  Diosc.  Misy  (fr.  Cyprus,  etc.)  PZm.,  xxxiv.  31.  Misy,  Germ.  Gelb 
Atrament  (fr.  Harz,  etc.),  Agric,  Nat.  Foss.,  21 457,  Interpr.,  466,  1546.  Misy,  Gul  Atrament 
Sten,  Lapis  atramentarius  flavus.  Wall,  Min.,  159,  1747.  Misy  (fr.  Harz)  Ilausm.,  Handb., 
1061,  181;^,  1203,  1847.  Gelbeisenerz  Breith.,  Char.,  97,  238,  1823,  223,  1832.  Yellow  Copperas. 
Copiapite  (fr.  Copiapo),  Basisches  Schwefelsaures  Eisenoxyd,  R.  Eose,  Pogg,,  xxvii.  309,  314, 
183;^.    Xanthosiderit  pt.  GlocJcer,  Syn.,  65,  1847. 

Hexagonal  ?  Loose  aggregation  of  crystalline  scales,  or  granular  massive, 
the  scales  rhombic  or  hexagonal  tables.  Cleavage :  basal,  perfect.  In- 
crusting. 

II.  =  1*5.  G.  =  2-14,  Borcher.  Lustre  pearly.  Color  sulphur-yellow, 
citron-yellow.  Translucent. 

Comp.— i?e^  S^+18H,  Rose;  ^Pe'^  S^+12  II,  Ramm.  =  Sulphuric  acid  42-7,  sesquioxyd  of  iron 
34-2,  water  23*1  =  100.  Analyses:  1,  H.  Rose  (Pogg.,  xxvii.  309);  lA,  same,  excluding  18-45 
epsomite,  0-19  gypsum,  and  the  silica,  as  impurities  (Ramm.  Min.  Ch.,  275);  2-4,  Borcher,  and 
Ahrend  &  Ullrich  ^B.  H.  Ztg.,  1854);  5,  6,  List  (Ann.  Ch.  Pharm.,  Ixxiv.  239) : 


S 

3Pe  XI 

Mg 

Ca 

H 

1.  Copiapo 

89-60 

26-11  1-95 

2 -64 

0-06 

29-67,  Si  1-37  =  101-40 

lA.  " 

41-59 

33-59   

24-82  Rose. 

2.  (joslar,  cryst. 

38-00 

24-24  ZnTySO 

30  0(5  =  98-10  Borcher. 

3. 

39-44 

28-00    "  2  00 

30-64=100-08  A.  &  U. 

4.       "  earthy 

38-07 

26-03    "  2-30  Mnl-26 

30-50  =  98-22  A.  &  U. 

5.       "  cryst. 

42-92 

3ir07    "  2-49 

2-81 

KO-32 

21-39  =  100  List. 

6.       "  " 

43-21 

30-37   

und.  List. 
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OXYGEN  COIMPOUNDS. 


Pyr.,  etc. — Yields  water,  and  at  a  higher  temperature  sulphuric  acid.  On  charcoal  becomes 
magnetic,  and  with  soda  affords  the  reaction  for  sulphuric  acid.  With  the  fluxes  reactions  for 
iron.    In  water  insoluble. 

Obs. — Common  as  a  result  of  the  decomposition  of  pyrite  at  the  Rammelsberg  mine,  near 
Goslar  in  the  Harz,  and  elsewhere. 

This  species  is  the  yellow  copperas  long  called  misj,  and  it  might  well  bear  now  the  name 
Misylde.  The  description  of  Dioscorides  is  unsatisfactory.  But  that  of  Pliny,  not  over  'J 5  years 
later,  is  good,  and  is  as  hkely  to  represent  the  true  mav  of  the  Greeks;  and  that  of  Agricola 
is  excellent,  and  was  taken  from  Goslar  specimens. 


684.  RAIMONDITE.    Baimondit  Breith.,  B.  H.  Ztg.,  xxv.  149,  1866. 

Hexagonal.  In  tliin  six-sided  tables  with  removed  basal  edges,  scale-like. 
Cleavage  :  basal,  perfect. 

H.=3— 3-25.  G.=3-190-3-222.  Lustre  pearly.  Color  between  lioney- 
and  ochre-yellow.    Streak  ochre-yellow.  Opaque. 

Comp.— 0.  ratio  fi,  S,  5=6  :  9  :  7  ;  ^e'^  S^-l-*7  H=Sulphuric  acid  35--0,  sesquioxyd  of  irou 
46-6,  water  18-4=100. 
Analysis :  1,  Rube  (L  c.) : 

S  3Pe  ft 

1.  Ehrenfriedersdorf        36-08       46-52       17-40  =  100. 

Pyr.,  etc.— Probably  the  same  as  for  copiapite.    In  water  insoluble. 
Obs. — From  the  tin  mines  of  Ehrenfriedersdorf,  in  scales  on  cassiterite. 

684A.  Pastreite  Norman  (Bergemann,  Verb.  nat.  Ver.  Bonn,  1866,  17),  maybe  of  the  above 
species,  if  part  of  the  iron  is  present  as  limonite.  According  to  Bergemann,  it  occurs  amorphous 
or  reniform,  of  a  yeUow  color,  at  Paillieres,  near  Alais,  Dept.  of  Gard,  \yith  cerussite,  limonite. 
calcite,  gypsum,  fibroferrite;  B  B.  infusible;  in  muriatic  acid  easily  soluble.  The  analyses  garo 
(1.  c): 

S        Si      Is      3Pe       f»b  fl 

1.  Yelloiu  30-47    2*40    1-86    46-50    1-25    16-04,  3tl,  Mn,  Ca  0  89=99-41. 

2.  YtUoioish-brown       30-55    2  05    52-80    13-95,  Al,  Ca,  sahd  0-63  =  9y-98. 

Eeceived  by  Dr.  Bergemann  from  Dr.  Nermann,  of  Marseilles,  who  named  it  after  President 
Pastre,  of  that  city.    It  approaches  jarosite  (p.  660),  except  in  the  absence  of  alkalies. 

685.  FIBROFERRITE.  H.  Rose,  Pogg.,  xxvii.  309,  1833.  Fibroferrite  Prideaux,  PhU.  Mag., 
III.  397,  1841.  Stypticit  Hausm.,  Handb.,  ii.  1202,  1847.  Copiapite  J.  L.  Smith,  Am.  J.  Sci., 
II.  xviii.  375, 

Delicately  fibrous. 

H.  =  1  •  5 — 2.  G. = 1  •  84,  Smith.  Lustre  silky,  pearly.  Color  pale  yellow, 
or  nearly  wliite.  Translucent. 

Comp.— 3Fe^  S^+27  fi,  Eamm.=Sulphuric  acid  29-30,  sesq.  iron  35-15,  water  35-55  =  100. 
Analyses:  1,  H.  Rose  (1.  c);  2,  3,  J.  L.  Smith  (1.  c);  4,  E  Tobler  (Ann.  Ch.  Pharm.,  xcvi.  383); 
5,  Prideaux  (1.  c);  6,  F.  Field  (Q.  J.  Ch.  Soc,  xiv.  156);  7,  Pisani  (C.  R.,  lix.  94): 


S 

Mg 

Ca 

H 

1. 

Copiapo,  Jib. 

it  ^l 

31-73 

28-11 

0-59 

1-91 

36-56,  Si  1-43  =  100-53  Rose. 

2. 

30-25 

31-75 

38-20,  insol.  0-54=100-75  Smith. 

3. 

U  (( 

30-42 

30-98 

undet.  Smith. 

4. 

U  K 

31-49 

31-69 

36-82=100  Tobler. 

5. 

U  l( 

28-9 

34-4 

36-7  =  100  Prideaux. 

6. 

ChUi, 

31-94 

31-89 

35-90  =  99-78  Field. 

7. 

Paillieres 

29-72 

33-40 

ir. 

36-88=100  Pisani. 

HYDROUS  SULPHATES. 


G57 


Pyr.,  etc. — Same  as  for  copiapite. 

O.bs.— From  Copiapo,  Chili,  in  delicately  fibrous  masses,  associated  with  coquimbite  ;  also  from 
the  mines  of  Paillieres,  in  Gard,  France. 

The  name  alludes  to  the  fibrous  structure.  There  is  no  reason  to  doubt  the  identity  of  Pri- 
deaux's  Jihroferriie  of  1841  with  the  mineral  analyzed  by  Rose,  Smith,  and  others,  and  wliich 
Hausmann  named  stypticite  in  1847. 

686.  APATELITB.    MeiM,  Aim.  d.  M.,  IV.  iii.  808,  1841. 

In  small  friable  nodules  or  balls.  Color  clear  yellow.  Kesembles 
copiapite. 

Comp.— Pe^       2  fi.    Analysis  by  Melilet  (1.  c.) : 

S  42-90  3Pe  53-30  H  3-96  =  100-16. 

Occurs  at  Meudon  and  Auteuil,  disseminated  in  an  argillaceous  bed  connected  with  the  plastic  clay. 


687.  BOTRYOGEN.  Rother  Eisen-Yitriol  J5er2.,  Afh.,  iv.  307,  181 5.  Red  Iron  Vitriol  Fer 
sulfate  rouge  Fr.  Botryogen  Haid.,  Pogg.,  xii.  491,  1828.  Xeoplase  pt.  Beud.^  Tr.,  iL  483,  1832. 
Botryt  Ghck.,  Syn.,  300,  1847. 


62^ 


m\  I A  7=119°  56',  0  A  U=152°  IJ' ;  a:h: 


Monoclinic.  O- 
0*91SS  :  1 :  1*5331:.  Observed  planes  as  in  the  figure^ 
with  also  1-i  (on  acute  solid  angle  of  base),  1  (on  acute 
edge  of  base),  and  i-l.  0  A  /=rll3°  37',  0  A  1-^= 
125''  31',  0  A  1  =  121°  4',  /A  ^'-^  =  160°  51:',  A  i-^ 
=  98°  16',  \-\  A  f4=141°,  0  A  §4=160°  30' ;  /  and 
vertically  striated.  Cleavage  parallel  to  /.  Crys- 
tals usually  small.  Often  in  reniform  and  botryoidal 
shapes,  consisting  of  globules  wdth  a  crystalline  sur- 
face. 

H.  =  2-2-5.  G.=2-039.  Lustre  vitreous.  Color 
deep  hyacinth-red  ;  massive  varieties  sometimes  ochre- 
yellow  ;  streak  ochre-yellow,  a  little  shining.  Trans- 
li  ~ 


542 


ucent. 


Taste  slightly  astringent. 


Oomp.— ?Fe^S'  +  3  3PeS''+36H,  Berz.,=(JFe^+|3Pe)S'+9f[=Sulphate  of  protoxyd  of  iron 
19'0,  id.  of  sesquioxyd  48*3,  water  32-7  =  100.    Analyses:  G-ahn  &  Berzehus  (1.  c); 


1.  86-53  26-50 

2.  37-87  24-77 

3.  25-45 


Mg 

5-  69 
8-95 

6-  92 


Ca 

2-76 
0-91 


30-90 


from  wliich  he  deduces,  without  having  determined  directly  the  protoxyd  of  iron  : 
Fe  S     Fe  3Pe  S     Mg  S       Ca  S        and  loss. 


Fe^PeS 
6-77  35-85 
6-85  39-92 
48-3 


MgS 
26-88 
17-10 
20-8 


CaS 
2-22 
6-71 


28-28  =  100. 
31-42  =  100. 
30-9  =  100. 


The  sulphates  of  magnesia  and  Ume  are  rejected  as  impurity,  but  with  how  much  propriety  is 
uncertain. 

Pyr.,  etc. — B.B.  intumesces  and  gives  ofif  water,  producing  a  reddish-yellow  earth.  On  char- 
coal becomes  magnetic ;  ^^-ith  soda  gives  a  hepatic  mass.  Remains  unaltered  if  kept  dry,  but  in 
a  moist  atmosphere  it  becomes  covered  with  a  dirty  yellowish  powder.  Partly  soluble  in  boUing 
water,  leaving  an  ochreous  residue. 

Obs. — Occurs  at  the  copper  mine  of  Fahlun,  in  Sweden,  coating  gypsum  or  pyrite. 

42 
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OXYGEN  CCMPOUXDS. 


Named  from  f^nrovc^  a  hunch  of  graves^  and  yewnM^  I  make.  This  last  part  of  the  name  is  bad. 
and  is  well  thrown  aside  by  Glocker,  who  makes  it  botryie;  botry/te  would  be  more  correct. 


688.  ALUMINITE.  Reine  Thonerde  (fr.  Halle)  Wern.,  Ueb.  Cronstedt,  176,  1780.  Native 
Argill  Kiriuan,  Min.,  i.  175.  Aluminit  C.  C.  Haherk,  Der  Mineralreich,  etc.,  1807  ;  Karst,  Tab, 
48,  1808.  Hallite  Delameth.,  Min.,  ii.  1812.  Websterite  Levy,  in  Brooke,  1823.  Hydrosulphate 
d'aluraine,  Websterite,  Beud.,  Tr.,  449,  1824. 

Reniform,  massive  ;  impalpable. 

H.=il— 2.  G.  =  l-66.  Lustre  dull,  eartlij.  Color  white.  Opaque. 
Fracture  earthy.    Adheres  to  the  tongue ;  meagre  to  the  touch. 

Comp.— ^18  +  9  H= Alumina  29  8,  sulphuric  acid  23*2,  water  47-0=100.  Analyses:  1,  Slro- 
meyer  (Unters.,  99);  2,  Schmid  (J.  pr.  Ch.,  xxxii.  495);  3,  4,  Stromeyer(l.  c);  5,  Dufrenoy  (Min., 
ii.  1845,  366);  6,  Dumas  (ib.): 


S 

^1 

H 

1.  HaUe 

23-365 

29-263 

46-372  =  100  Stroraeyer. 

2.  " 

23-25 

29-23 

46-34,  Ca  1-18  =  100  Schmid. 

3.  Mori,  near  Halle 

23-68 

30-98 

45  -34  =  100  Stromeyer. 

4.  Newhaven 

23-37 

29-87 

46-76  =  100  Stromeyer. 
46-80  =  99-97  Dufrenof. 

5.  Lunel  Vieil 

23-45 

29-72 

6.  ^uteuil 

23 

30 

47  =  100  Dumas. 

Pyr.,  etc. — In  the  closed  tube  gives  much  water,  which,  at  a  high  temperature,  become>s  acid 
from  the  evolution  of  sulphurous  and  sulphuric  acids.  B.B.  infusible.  With  cobalt  solution  a 
fine  blue  color.    With  soda  on  charcoal  a  hepatic  mass.    Soluble  in  acids. 

Obs. — Occurs  in  connection  with  beds  of  clay  in  the  Tertiary  and  Post-tertiary  formations. 

First  found  in  1730  in  the  Garden  of  the  Psedagogium  at  Halle;  afterward  suspected  to  be  an 
artificial  product,  from  a  manufactory  near  by ;  subsequently  found  elsewhere  in  the  plastic  clay 
of  the  region,  and  proved  to  be  native.  Since  discovered  by  Mr.  Webster  at  Newhaven,  Sussex, 
in  reuiform  and  botryoidal  concretions,  imbedded  in  ferruginous  clay,  which  rests  on  the  chalk 
strata;  also  under  similar  circumstances  at  Epernay,  in  Lunel  Vieil,  and  Autenil,  in  France. 

689.  ALUNITE.  Alumen  de  Tolpha,  quod  primum  fossum  est  in  Italia,  Pii  2di  Pontificis  tem- 
poribus  (Piccolomini,  1458-1464),  Gesner,  Foss.,  13,  1565.  Romersk  Alunsten  Wall,  Min., 
163,  1747.  Alaunstein  (fr.  Tolfa)  Wern.,  Bergm.  J.,  376,  1789.  Alumstoue.  Aluminilite 
Delameth.,  T.  T.,  ii.  113,  1797.  Alun  de  Rome  pt.  K,  Tr.,  1801.  Pierre  alumineuse  de  la 
Tolfa  Fr.    Alunite  Beud.,  449,  1824.    Alaun-Spath  Breith.,  Char.,  1823. 

Ehombohedral.       A  ^=89°  10',  0  A  7^=124:°  40',  Breith.  ;  1-2523. 

Observed  planes :  7t,  0,  and  the  rhombohedrons 
h  TO  -h  and  -2,  Breith. 


0  A  2=109°  4'  OA  ^=178°  42' 

6>  A  1=119  57  f  A  1=82  26 

6>  A -1=128  55  2  A  2=70  8 

Cleavage :  basal  nearly  perfect ;   7?  indistinct. 
Also  massive,  having  a  fibrous,  granular,  or  impalpable  texture. 

H.  =  3-5— 4.  G.  =  2*58— 2*752.  Lustre  of  vitreous,  basal  plane  some- 
what pearly.  Color  white,  sometimes  grayish  or  reddish.  Streak  white. 
Transparent — subtranslucent.  Fracture  fiat  conchoid al,  uneven ;  of  mas- 
sive varieties  splintery  ;  and  sometimes  earthy.  Brittle. 


HYDROUS  SULPHATES. 


Comp.,  Var. — [a]  Crystallized,  (h)  Fibrous,  concretionary,  (c)  Massive,  and  moderately  ten- 
der, (d)  Hard,  mainly  I'roui  disseminated  silica,  which  impurity  sometimes  amouDts  to  60  p.  c. 
(e)  Cavernous. 

0.  ratio  for  R,  R,  S,  H  =  l  :  9  :  12  :  6.  Formula,.. as  usually  written,  K  S  +  3  Al  Sh-6H;  or, 
making  one-third  of  the  water  basic,  (K,  n)^S  4- 3  M  S+4  H  =  Sulphuric  acid  3S-5:'>.  alumina  37'i:^, 
potash  11-.S4,  water  13'00=100.  Bat  A.  Mitscherlich,  in  view  of  the  results  of  its  decomposition 
after  heating  (J.  pr.  (~h.,  Ixxxiii.  4G.o),  it  aftqrding  alum,  which  water  will  remove,  and  hydrated 
alumina,  holds  that  the  formula  should  be  K  S  +  ^1  +  2  Al  H^,  making  it  a  compound  of  ani)y- 
drous  alum  and  gibbsite. 

Analyses:  1,  Cordier  (Ann.  d.  M.,  v.  203);  2,  Mitscherlich  (J.  pr.  Ch.,  Ixxxiii.  464);  3,  Ram- 
melsberg  (1.  e.);  4,  Mitscherlich  (1,  c,  and  ZS.  G.,  xiv.  254);  5,  Berthier  (1.  c.) ;  6,  C.  Descotils 
(Ann.  d.  M.,  i.  319);  7,  Sauvage  (ib.,  IV.  x.  85);  8,  Cordier  (ib.,  iv.  205);  9,  Fridau  (Ann.  Ch. 
Pharm.,  Lxxvi.  lo6) : 


S 

1. 

2. 

Tolfa,  crysL 

35-50 
38-63 

39-65 
36-83 

3. 
4. 

Muzsai,  Hung. 

(1)  39-54 
36-93 

37-13 
39  01 

5. 
6. 
7. 

Bereghszasz,  Hung.  39-42 
Tuscany  35-6 
Milo  38-27 

37-95 

400 

87-04 

8. 

Mt.  Dore 

39-1 

46-5 

9. 

Styria 

35-3 

40-8 

Ca     Na      K  H 

    10-02  [14-83]=:100  Cordier. 

0-70    1-84     8-99    12  68,  Ba  0-29  =  99-96  Mitsch. 

    10-67    12-66  =  100  Ramm. 

0-49    10-67  [12-71],  Ba  019  Mitsch. 

    10-66    11-97  =  100  Berthier. 

    lS-8     10-6  =  100  Descotils. 

  11-60    13-09=100  Sauvage. 

    8-5       6-9  =  100  Cordier. 

 8-5     15-4=100  Fridau. 


From  analysis  3,  Si  26-88  is  excluded  as  impurity ;  from  5,  Si  26-5,  3Fe  4-0,  are  excluded ;  from 
7,  Si  19-0;  from  8,  §i  28-40,  Fe  1-44.  No.  11,  by  Fridau,  as  pubhshed  in  fuU,  is  gi  50-71,  S 
16-50,  ^1  19  06,  Pe  1-13,  K  3-97,  H  7-23,  Ca  0-56,  Mg  0-41,  K,  Si  0-31,  MgS  0-09,  Mg  CI  0-03  = 
100. 

For  analysis  of  impure  A.  from  Pic  de  Sancy,  by  J.  Gautier-Lacroze,  see  0.  R.,  Ivii.  362. 

Pyr.,  etc. — B.B.  decrepitates,  and  is  infusible.  In  the  closed  tube  yields  water,  sometimes 
also  sulphate  of  ammonia,  and  at  a  higher  temperature  sulphurous  and  sulphuric  acids.  Heated 
with  cobalt  solution  affords  a  fine  blue  color.  With  soda  and  charcoal  infusible,  but  yields  a 
hepatic  mass.    Soluble  in  sulphuric  acid. 

Obs. — Forms  seams  in  trachytic  and  allied  rocks,  where  it  has  been  formed  as  a  result  of  the 
alteration  of  the  rock  by  means  of  sulphurous  vapors. 

Met  with  at  Tolfa,  near  Civita  Vecchia,  in  the  neighborhood  of  Rome,  in  crystals ;  at  Montio'ni 
in  Tuscany;  at  INluzsai  and  Bereghszasz  in  Hungary;  on  Milo,  Argentiera,  and  Nevis,  Greeian 
Archipelago  ;  and  at  Mt.  Dore,  France. 

The  compact  varieties  from  Hungary  are  so  hard  as  to  admit  of  being  used  for  millstones. 
Alum  is  obtained  from  it  by  repeatedly  roasting  and  lixiviating,  and  finally  crystallizing  by  evap- 
oration. 

This  species  was  first  observed  at  Tolfa,  near  Rome,  in  the  15th  century,  by  J.  de  Castro,  a 
Genoese,  who  had  been  engaged  in  the  manufacture  of  alum,  from  an  alum-stone  or  "Rock- 
alum"  found  near  Edessa  in  Syria.  It  was  named  Aluminilite  by  Delametherie  in  1797,  a  long 
name  well  changed  to  Alumte  by  Beudant  in  1824. 

690.  LOWIGITE.    Alaunstein  Romer,  ZS.  G.,  viii.  246,  1856.    Lowigit  A.  Mitscherlich,  J.  pr. 

Ch.,  Ixxxiii.  474,  1861. 

In  rounded  masses,  similar  to  compact  alunite. 

E[.  =  3— tt.  Gr.  =  2-58.  Lustre  feeble.  Color  pale  straw-yellow.  Slightly 
subtranslucent.    Fracture  perfectly  conchoidal. 

Comp.— 0.  ratio  1:9:12:  9  =  K  *S  +  3  5l  S-l-9  lt=Sulphurie  acid  36-2,  alumina  34-8,  petasih 
10-7,  water  18-3  =  100;  or  alunite  with  9  H  in  place  of  6  H.  Analyses:  1,  Luwig  (ZS.  G.,  vi-ii. 
247);  2,  3,  A.  Mitscherhch  (1.  c);  4,  Rammelsberg  (Min.  Ch.,  289);  5,  Berthier  (Ann.  d.  M..  lY, 
ii.  459): 

S       ^l      Pe     Mg     Ca     Xa      K  H 

I.Silesia    34-84    33-37   10-10    [18-32],  org.,  Si  3-37  =  100  Lowia-. 

2.      "        ^4-81    34-95    0-68    0-55    0-28    0*39      9-30    [17-88],  Ba  0-44,  org.,  gi  n-73  =  lUL)  M 
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s       ^1        K  fi: 

3.  Tolfa        37-86       36-01        9-63       16-50=100»  Mitscherlich. 

4.  "  crysi.  3Q-94:       34-02       10-38       16-72,  Si  1 -94=1100  Rammelsberg. 

5.  "     "     37-67       34-69       10-58       17-06=:  100  Berthier. 

*  0-07  organic  substance,  8-21  silica,  and  23-59  earthy  matters  removed. 

Pyr.,  etc. — B.B.  nearly  like  aluuite.  The  water  is  expelled  at  a  lower  temperature  than  in 
alanite;  and  the  compound  resulting  after  heating,  instead  of  containing  a  mixture  affording 
alum  and  insoluble  hydrated  alumina,  affords  to  water  sulphate  of  potash  and  subsulphate  of 
alumina.  Mitscherlich  hence  writes  for  it  the  above  formula,  instead  of  one  like  his  for  alunite. 
Partially  soluble  in  muriatic  acid,  while  alunite  is  not  at  all  so. 

Obs. — Found  in  a  coal  bed  at  Tabrze  in  Upper  Silesia,  in  compact  lumps,  having  the  lustre, 
color,  and  texture  of  the  Solenhofen  lithographic  stone,  but  blackish  externally  from  a  coaly  crust ; 
also  with  ahmite  at  Tolfa. 

According  to  Rammelsberg's  analysis,  part  at  least  of  the  crystallized  alunite  has  the  composi- 
tion of  lowigite. 

691.  JAROSITE.  Gelbeisenerz  Eamm.,  Pogg.,  xliii.  132,  1838.  Misy  Haid.,  Handb.,  512, 
1845.  Vitriolgelb,  Gelbeisenerz,  Hausm.,  Handb.,  1205,  1847  [not  Gelbeisenerz  fr.  Harz  Br eith., 
Char.,  1832].  Jarosit  Breith.,  B.  H.  Ztg.,  1852.  Moronolite  Shep.,  Suppl.  Append.  Min.,  p.  iv. 
1857. 

Ehombohedral.  B  A  i?=88°  58' ;  6>  A  7?=124°  32';  6^=1-2584.  Cleav- 
age :  basal.  Also  fibrous,  and  granular  massive.  Also  in  nodules,  or  as 
an  incrustation  with  a  tuberose  or  coralloidal  surface. 

H.  =  2-5-3-5.  G.  of  crystallized  3-24-3-26;  of  nodular  2-6-2-9.  Lus- 
tre a  little  shining  to  dull.  Color  ochre-yellow ;  streak  yellow,  shining. 
Opaque. 

Var.,  Comp.— (1)  Crystallized;  Jarosite,  which  occurs  also  fibrous  and  granular;  G. =3-256,  fr. 
Spain;  3'244,  fr.  Maryland,  Breith.  (2)  Concretionary,  the  ordinary  form  of  the  Norway  and 
Bohemian  mineral,  and  the  moronolite  of  Orange  Co.,  N.  Y. :  G.  =  2-62  (moronolite) — 2*79. 

0.  ratio  for  It,  fi,  S,  H  =  l  :  12  :  15  :  9,  Eamm.;  (K.  iS"a)  "S+4  Pe  S  +  9H,Ramm.  For  jarosite, 
Ferber  deduces  1  :  15  :  18  :  10,  differing  mainly  in  a  little  less  of  alkali.  Richter's  analysis  of  it 
was  imperfect.  It  is  isomorphous  with  alunite,  which  would  suggest  the  ratio  1:9:12:6, 
which  also  differs  mainly  in  the  proportion  of  protoxyd.  Analyses:  1,  Rammelsberg  (1.  c.) ;  2, 
Scheerer  (Pogg.,  xlv.  188);  3,  J.  H.  Ferber  (B.  H.  Ztg.,  xxui.  10);  4,  Tyler  (Am.  J.  Sci.,  II.  xli. 
212): 

S  Ka  K 

I.  KolosoTuk,  Gelbeis.       32-11    46-73    "7-88    13-56,  Ca  0-64=100-92  Rammelsberg. 

2.  Modum,         "  32-45    49-63    5-20    13-11  =  100-39  Scheerer. 

S.  Sipain,  Jarosite  3rT6    49-24    0-80    5-90    11-35,  ^1  1 -25  =  100-83  Ferber. 

4.^  Monroe,  K  Y.,  Moron.  34-17    46-89        3-81         13-18,  ^1  0-83,  Ca  ri0=99-98  Tyler. 
*  Eesult  after  subtracting  1-53  "  bygr.  water  "  and  11-17  insol. 

Pyr.,  etc. — Nearly  as  for  coquimbite. 

Obs. — The  original  of  this  species  was  from  Luschitz,  between  Kolosoruk  and  Bilin,  Bohemia, 
in  brown  coal;  and  later  from  Modum,  Norway,  in  alum  slate. 

The  jarosite  was  from  Barranco  Jaroso,  in  the  Sierra  Almagrera,  Spain,  on  limonite;  also,  accord- 
ing to  Breithaupt  (B,  H.  Ztg.,  xxv.  149),  from  Maryland,  of  granular  form,  with  quartz  and  a 
magnetite  altered  to  hematite;  Mexico;  Saxony,  Thekla  mine,  near  Hauptmanngriin  in  Yoigt- 
land,  in  small  crystals  on  turgite  (hydrohematite)  and  limonite  ;  Erzgebirge,  near  Schwarzenberg, 
at  the  Frisch  Gliick  mine.    It  is  isomorphous  with  beudantite. 

Moronolite  is  from  Monroe,  N.  Y.,  where  it  occurs  on  gneiss.  It  contains  less  alkali  than  is 
required  for  the  formula.  Named  moronolite  from  ^wpov,  mulberry,  alluding  to  a  resemblance  to 
the  mulberry  calculus. 

Ervbsihite  Shepard  (Rep.  Mt.  Pisgah  Copper  Mine,  N.  Haven,  1859;  Am.  J.  Sci.,  II.  xxviii.  129, 
1859)  is  a  "rusty  insoluble  ferric  sulphate*'  of  undetermined  nature.  His  copperasine  (ib.)  is 
announced  as  a  "  hydrous  cuprous  and  ferric  sulphate,"  from  the  same  place.  His  leucanteriU 
(ib.)  is  an  efflorescence  on  the  copperasine.    These  are  names  without  descriptions. 
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692.  CARPHOSIDERITE.    Karphosiderit  Breith.,  Schw.  J.,  1.  314,  1827. 
In  reniform  masses,  and  incrustations. 

H.=tl:— J:-5.  G.=:2-tl:9— 2-5,  Breith. ;  2*728,  Pisani.  Lustre  resinous. 
Color  pale  and  deep  straw-yellow.    Streak  yellowish.    Feel  greasy. 

.  _  Comp.— 0.  ratio  for  S,  fl=l  :  1-28  :  1  08;  if  a  fourth  of  the  water  is  basic  Pe  +  i  fl') 
S  +  2  H=Sulphuric  acid  31*4,  sesquioxyd  of  iron  50*2,  water  18'4  =  1()0.  Analyses:  1,  Pisaui  (C. 
R.,  Iviii.  242,  J.  pr.  Ch.,  xcii.  37 6j;  2,  same,  after  removing  impurities: 

S  3Fe         3Sn         H         Sand  Gypsum 

1.  25-52       40-00        tr.        10-67       14  78  9-i'3=10n. 

2.  3] -82       49-88    18-30     =  100. 

Supposed  by  Harkort  (1.  c),  after  blowpipe  trials,  to  be  a  hydrous  phosphate;  but  shown  by 
Pisani's  analysis  of  an  original  specimen  to  be  a  sulphate. 
Pyr.,  etc. — B.B.  nearly  like  copiapite.    Insoluble  in  water. 

Obs. — Occurs  in  fissures  in  mica  slate,  and  was  first  distinguished  by  Breithaupt  among  some 
specimens  which  he  says  were  from  Labrador,  Pisani's  specimeus  were  from  the  Kolburg  col- 
lection in  Paris,  and  were  labelled  Greenland,  most  probably  the  true  locaUty. 

The  name  alludes  to  the  color,  and  is  from  Kd^cpis,  sti-aw,  ciSnpos,  iron. 


693.  PARALUMINITE.    Paraluminit  Steinberg,  J.  pr.  Ch.,  xxxii.  495,  1844. 

Massive,  and  like  aluminite.    White  to  pale  yellow. 

Oomp.— JpS+15  H=Sulphuric  acid  14-4,  alumina  37*0,  water  48-6=100. 
Analyses :  1-6,  Schmid,  ]Martens,  Marchand,  Wohf,  Backs  (J.  pr.  Ch.,  xxxil  xxxiil) ;  7,  Dieck 
(ZS.  nat.  Ver.  Halle,  xiu.  265) ;  8,  Berthier  (Mem.,  1839,  288) : 


s 

^1 

a 

1. 

South  of  Halle 

1 4-54 

36-17 

49-03  =  99-74  Schmid. 

2. 

u 

u 

14-04 

35-96 

50-00=100  Martens. 

3. 

(i 

(( 

17-0 

36-0 

47-2  =  100-2  Marchand. 

4. 

(( 

(( 

12-44 

38-81 

47-07,  CaC  1-68  =  100  Wolfif. 

5. 

(( 

11 

12-22 

37-71 

49-18,  CaC  r00  =  luO-ll  Backs. 

6. 

11 

u 

1145 

39-50 

48-80  =  99-75  Marchand. 

7. 

u 

(< 

15-56 

36-54 

46-89  =  98-99  Dieck. 

8. 

Huelgoet 

13-37 

43-00 

43-63  =  100  Berthier. 

Another  analysis  of  the  mineral  from  Presslers  mountain,  near  Halle,  afforded  Geist  (ZS.  Xat, 
Ver.  Halle,  xiii."'268)  S  22-18,  Al  39-86,  H  34-91  by  loss,  Si  1*92,  Fe  0-40,  Ca  0-5u,  Mg  0-u3.  For 
a  similar  mineral  from  Bernon.  near  Epernay,  France,  Lassaigne  obtained  (Ami.  Ch.  Phys.,  xxix. 
9s)  S20  06,  Al  39-70,  H  39  94,  gypsum  0-30  =  100. 

Pyr.,  etc. — Xearly  as  for  aluminite. 

Obs. — Similar  in  its  modes  of  occurrence  to  aluminite.  Found  in  Presslers  mountain  (anal.  7) 
and  elsewhere,  near  HaUe,  and  Huelgoet  in  Brittany. 


694.  PISSOPHANITE.    Pissophan  ^rezY^i.,  Char.,  101,  1832.  Garnsdorfite. 

Amorphous,  or  stalactitic,  somewhat  pitch-like  in  appearance. 
H.  =  1'5.    G-.  — 1"93  — 1-9S.     Lustre  vitreous.     Color  pistachio-,  aspar- 
agus-, or  olive-green.    Transparent.    Very  fragile.    Fracture  conchoidal. 
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Oomp. — Erdmanu  (Scliw.  J.,  Ixii.  104)  obtained  :  • 

S         ^1         3Pe  H 

1.  Grttn  12''70     35-15       9-74     41'69,  gaDgue  and  loss  0-72  =  100. 

2.  "  12-49      35-30        9-80      41-70  "  O'T  1  =  100. 

3.  Yellow         11-90       6-80     40-u6     40  13  "  1-11=100. 

Probably  not  a  simple  mineral.    Perhaps  Nos.  1  and  2,     8  + 15  H,  and  No.  3,       + 15 
The  relation  iu  the  former  is  more  exactly  W     +  30  H. 

Pyr.,  etc. — For  the  most  part  insoluble  iu  water.  Easily  soluble  in  muriatic  acid.  B.B 
becomes  black.    In  a  glass  tube  gives  alkahne  water. 

Obs. — Occurs  at  Garnsdorf,  near  Saalfeld,  and  at  Reicheubach,  Saxony,  on  alum  slate. 

Named  from  Tritro-a,  -pitchy  and  ^j^os,  appearance. 


695.  FELSOBANYITE.    Pelsobanyt  5az(^.,  Ber.  Ak.  Wien,  1852,  xii.  183,  1854. 

Orthorhombic.  Massive,  and  in  concretions,  grouped  or  single,  consist- 
ing of  scales,  which  are  hexagonal,  and  have  two  angles  of  112°.  Cleavage 
perfect.    Optically  biaxial. 

H.=l*5.  G.  — 2'33.  Lustre  of  cleavage-face  pearly.  Color  snow-white, 
surface  often  yellowish.    Translucent  to  subtransparent. 

Comp. — 3cPS4-10  H=Sulphuric  acid  17-2,  alumina 44-1,  water  38-7  =  100.  Analysis:  v.  Hauer 
(Ber.  Ak.  Wien,  xu.  188): 

(|)S  16-47       ^1  45-53       fi  37-27=99-27  Hauer. 

Pyr.,  etc. — Nearly  as  for  aluminite. 

Obs. — From  Kapnik  near  Felsobanya  in  Hungary,  the  concretions  sometimes  grouped  on 
barite. 

696.  GLOCKERITE.  Vitriolocker  Berz.,  Afb.,  v.  157,  1816.  Per  sous-sulfate  terreux  Berz., 
K  Min.  Syst.,  1819.  Vitriol  Ochre.  Pittizite  Beud,  Tr.,  447,  1824.  Glockerit  Naum.,  Min., 
254,  1855. 

Massive,  sparry  or  earthy.  Stalactitic. 

Lustre  resinous  or  earthy.  Color  brown  to  ochre-yellow,  also  brownish- 
black  to  pitch-black ;  dull  green.  Streak  ochre-yellow  to  brown.  Opaque 
to  subtranslucent.    Fracture  shining  to  earthy. 

Comp.,  Var.— Pe^  S  +  6  H,  Berzelius,  for  a  brown  to  ochre-yellow  variety,  occurring  with 
botryogen  at  f'ahlun,  containing  according  to  him,  Sulphuric  acid  15  9,  sesquioxyd  of  iron  62-4, 
water  21-7  =  100. 

The  same  for  a  stalactitic  variety  from  Obei-grund,  near  Zuckmantel,  the  stalactites  of  which 
are  sometimes  2  feet  long,  brown  to  pitch-black,  yeUo wish-brown,  and  dark  green  in  color,  wnth 
yellouish-brown  to  ochre-yellow  streak,  shinmg  lustre  to  earthy,  and  insoluble  in  water.  It  is 
the  Glockerite  of  Naumauu,  who  cites  Hochstetter's  analysis,  S  15-19,  3Pe  64-34,  H  2U-7,  agreeing 
closely  with  that  by  Berzehus. 

Jordan  obtained  for  a  compact  and  earthy  vitriol  ochre  from  Rammelsberg  mine  near  Goslar 
(J  pr.  Ch.,  ix.  95),  and  Scheerer  for  another  from  Modum,  Norway  (Pogg.,  xlv.  188) : 

S  3Pe  fl 

1.  Goslar,  compact    13-59  63-85  18-46,  Sin  1*23,  Cu  0-87,  gangue  2-00  =  100  Jordan. 

2.  "       eo.rthy       9-80  6s-75  15  52,  2n  1*29  Cu  (r50,  gangue  4-14=  lOU  Jordan. 

3.  Modum,  5roz/j/i       6  00  80-73  13-57  =  100  Scheerer. 

Pyr.,  etc. — Nearly  as  for  copiapite. 

Obs. — A  result  of  the  alteration  of  pyrite  or  marcasite. 

Glockerite  was  named  after  the  mineralogist  E.  P.  Glocker.    Pitticite  is  the  name  of  pit( 
ore,  q.  V. 
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697.  LAMPROPHANITE.    Lamprophan  Igdsirdni.  (Efv.  Ak.  Stockh.,  1866,  93. 
In  thin  cleavable  folia. 

H.=:3.    G.=3*07.    Lustre  pearly.    Color  and  streak  white. 

Comp. — An  analysis  afforded  Igelstrom  (1.  c.) : 

S  Mn        Mg         Ca        Na,  K  H 

11-17       2S-00       7-90       5-26       24-65        14*02       8-35  =  99-35. 

Pyr.,  etc. — Yields  water.  "With  soda  on  charcoal  yields  metalHc  lead  and  a  hepatic  mass. 
Not  wholly  soluble  in  acids. 

Obs. — From  Longban  in  Wermland,  Sweden.  Named  in  allusion  to  the  lustre  from  ^aijrrpos^ 
shining. 


700.  LINARITE.    Linarite  Brooke,  Ann.  Phil.,  II.  iv.  117,  1822.    Cupreous  Sulphate  of  Lead, 
Cupreous  Anglesite.    BleUasur,  Kupferbleispath,  Germ. 

Monoclinic.  67=77"  27' ;  I A  7,  over  {-1=61°  36',  OA  1-^=14:1°  o^a  : 
h  :  c=04813J:  :  1  :  0*5819.    Observed  planes:  6^;  vertical,       /,  i\  i-2  ; 


hemidomes,  f-^, 


hemipyramids,  2,  2-2,  f-f,  f-8. 


1-^, 


0  A{-i=102°  33' 
0  A  l-^=152  19 
0  A -14=166  57i 
0  A  1-^=161  23i 
0  A  2-^=130  5 
0  A  i-^=176  36 
0  Af-i=lD6  48 
0  A  1=96  23 


,  ^     |-^,  7-i  ;  -1-i ;  clinodomes, 
Fio;.  544.    Plane  i-l  often  wantino^. 


6^  A  U=dO° 
OAi-l=lDS  1 

i-i  A  1-^=:105  8 

i-i  A  -l-i=126  35-|- 
i-i  A  24=127  22 
i-2  A  i-2,  ov.  ^-^',  =  100 

I A  2-2=im  1 

I A  2=lh9  9 


544 


i4  common  ;  0  A  6^'=154°  54'.    Cleavage  ;  i-i 


'±  wins ;  composition-face 
very  perfect ;  0  less  so. 

H.  =  2-5.     Gr.  =  5*3  —  5*45.     Lustre  vitreous  or 
deep  azure-blue.    Streak  pale  blue.  Translucent. 
Brittle. 


adamantine.  Color 
Fracture  conchoidal. 


Comp.— 0  ratio  for  Cu,  tb,  S,  B[=l.:.  1:3:1,  whence  fb  S  +  CuH;  or,  if  H  be  basic,  for 
base  and  acid  1  :  l=(^Cu  +  ^  l*b+^Hf  S.  It  seems  to  be  an  objection  to  the  first  formula  that 
there  is  no  near  isomorphism  with  any  sulphate  of  lead,  while  there  is  with  cyanosite  or  sulphate 
of  copper. 

1,  Brooke  (1.  c);  2,  Thomson  (PhU.  Mag.,  III.  xvii.  40-i);  3,  v.  Kobell  (J.  pr.  Ch., 


Analyses : 
Ixxxiii.  454) : 


i»bS  Cu  H 

1.  Wanlockhead  75*4  18-0  4-7=98-l  Brooke. 

2.  "  74-8  19-7  5-5=100  Thomson;  G.=5-2137. 

3.  Kadainski  76-41  17'43  6  16,  CUr.  =  100  KobeU. 


Pyr.,  etc. — In  the  closed  tube  yields  water  and  loses  its  blue  color.  B.B.  on  charcoal  fuses 
easily  to  a  pearl,  and  in  R.F.  is  reduced  to  a  metallic  globule  which  by  continued  treatment  coats 
the  coal  with  oxyd  of  lead,  and  if  fused  boric  acid  is  added  yields  a  pure  globule  of  copper.  With 
soda  gives  the  reaction  for  sulphuric  acid.  Decomposed  with  nitric  acid,  leaving  a  white  residue 
of  sulphate  of  lead. 

Obs. — Formerly  found  at  Leadhills.  Occurs  at  Poughten  Gill,  Red  Gill,  and  near  Keswick,  in 
Cumberland,  in  crystals  sometimes  an  inch  long:  near  Schneeberg,  rare:  in  Dillenburg,  at  ihe 
mines  Aurora  and  Thomas;  Nassau  on  the  Lahu;  at  Retzbanva;  at  the  Kadainski  mine  in 
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Nertschinsk  ;  and  in  the  vicinity  of  Beresof  in  the  Ural ;  and  supposed  formerly  to  he  found  at 
Linares  in  Spain,  whence  the  name. 

Alt. — Linarito  occurs  altered  to  cerussite,  a  change  like  that  of  anglesite  to  cerussite. 

For  recent  obs.  on  cryst.,  B.  &  M.,  Miu.;  Greg  &  Lettsom,  Min.,  P.95,  1858;  Kokscharof,  Min. 
Russl..  iv.  139,  V.  lOH;  Hessenberg,  Min.  Not,  No.  vii.,  from  whom  the  above  angles  are  taken; 
K.  Peters,  Ber.  Ak.  Wien,  xliv.  168. 


701.  BROOHANTITE.  Brochantite  (fr.  Katharinenb.)  Levy,  Ann.  Phil,  II.  viii.  241,  1824. 
Konigine  (fr.  Russia)  Levy,  ib.,  xi.  194,  1826.  Brongnartine  (fr.  Mexico)  Huot,  Min.,  i.  331, 
1841.  Krisuvigit  (fr.  Iceland)  Forchhammer,  Skand.  Nat.  Stockh.,  1842,  Arsb.  1843,  192. 
Warringionite  (fr.  Cornwall)  Maskelyne,  Ch.  News,  x.  263,  1864,  PhiL  Mag.,  lY.  xxix.  475. 

Orthorliombic.  /A  1=10^''  32^  0  A  2-fcl47°  49' ;  a-.h:  c=0-31471  r. 
1  :  1*2923.  Observed  planes :  vertical,  /,  i-'i^  i-^ ;  domes,  2-1.  Fig. 
545  ;  also  prisms  made  of  /  and  i-^^  and  dome  l-l  without  i-l^  the  form 
resembling  f.  542,  p.  657,  excepting  the  absence  of  0^  this  plane  not  having 
been  observed. 

545  i-^  A       ov.  ^'-^,  =  114°  16' 

1-  l  A  1-^=:152  37 

2-  ^  A  2-i,  ov.  6>,=115  38 
^4Ai-5=147  8 
a  A  7=127  44 
i-iA  14=103  41 

Also  in  groups  of  acicular  crystals  and  drnsy 
crusts.    Cleavage :  i-l  very  perfect ;  /  in 
traces.    Also  massive  ;  reniform  with  a  columnar  structure. 

H.=3-5-4.  G.=3-78-3-87,  Magnus ;^  3*9069,  G.  Rose.  Lustre  vitre- 
ous ;  a  little  pearly  on  the  cleavage-face  i-i.  Color  emerald-green,  black- 
ish-green.   Streak  paler  green.    Transparent — translucent. 

Var. — 1.  Ordinary  Brochaniite.  The  analyses  vary  considerably,  as  shown  below.  The  crys- 
tals are  vertically  striated. 

2.  Warringtoniie.  Essentially  brochantite  in  composition,  but  occurring  in  non-striated  crystals 
in  form  hke  a  doubly  curving  wedge,  of  paler  green  color  than  ordmary  brochantite,  with  Gr.= 
3-39  — 3-47,  and  H.=3— 3-5. 

Oomp.— 0.  ratio  for  Cu,  S,  H=7  :  6:  5;  CuS  +  2iCuH;  or  perhaps  2  Cu3S  + Cufi-{-4£[; 
=:Sulphuric  acid  19-9,  protoxyd  of  copper  69-0,  water  11'1=:100.  Some  analyses  correspond  tc 
the  0.  ratio  4:3:3;  and  Field's  to  4  :  3  :  4,  the  ratio  of  langite.  Analyses  :  1,  2,  Magnus  (Pogg.. 
xiv.  141);  3,  Forchhammer  (J.  pr.  Ch.,  xxx.  396);  4,  Berthier  (Ann.  Ch.  Phys.,  1.  360);  5,  h! 
Risse  (Pogg.,  cv.  614);  6,  Pisani  (C.  K,  lix.  912);  7,  Warrington  (J.  Ch.  Soc,  II.  iii.  85);  8, 
Maskelyne  (Phil.  Mag.,  IV.  xxix.  475);  9,  Tschermak  (Ber.  Ak.  Wien,  li.  131);  10,  Field  (PhiL 
Mag.,  IV.  xxiv.  123);  11,  v.  Kobell  (Ber.  Ak.  Munchen,  1865,  ii.  70);  12,  Domeyko  (Ann.  d.  M., 
VI.  V.  460) : 
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Nassau 
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17-132 

17-  426 

18-  88 

16-  6 

19-  0 

17-  2 

18-  93 
16-73 

19-  4 
16'59 
19-71 
15-8 


Cu 
62-626 

66-  935 

67-  75 

66-  2 

67-  8 

68-  8 
68-27 

68-  24 

69-  1 
66-94 
68-87 
68-5 


8-181 
3-145 


tb 
0-030 


With  Fe  0 


11-887  =  99-856  Magnus. 
1-048    11-917  =  100-471  Magnus. 

    1-2-81  =  99-44  Forchhammer. 

    17-2  =  1(10  Berthier. 

    13-2,  CI  ^r.  =  100  Risse. 

l-0»    13-2,  Ca  0-8=101  Pisani. 

    12-2•2^  insol.  0-58=100  Warrington. 

    14-64=99-61  Maskelyne. 

    11-5=100  Tschermak. 

    16-47  =  100  Field;  G.--3-81. 

 [11-42]  =  100  Kobell. 

    13-5,  gangue  2-4=100-2  Domeyko 

104  per  cent,  water  lost  below  260°  C. 
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The  Mexican  corresponds  to  Cu^  S  +  4H,  and  is  the  Brongnarline  of  ITuot. 

Rivot  found  incrj^stals  of  brochantite  of  a  fine  green  color,  which  afforded  a  sliglit  effervescence 
with  acids,  S  19-4,  Ou  (ri-g,  II  13-5,  with  C  1-2,  H  l-2  =  98-2.  Tlie  mineral  had  undergone  partial 
alteration,  as  shown  by  the  6"2  p.  c.  of  carbonate  of  copper  present  (Ann.  d.  M.,  V.  iii.  740). 

Pyr.,  etc. — Yields  water,  and  at  a  higher  temperature  sulphuric  acid,  in  the  closed  tube,  and 
becomes  black.  B.B.  fuses,  and  on  charcoal  affords  metaUic  copper.  With  soda  gives  the  reac- 
tion for  sulphuric  acid. 

Obs. — Occurs  in  small  but  well  defined  crystals,  with  malachite  and  native  copper,  at  Gume- 
schevsk  and  Nischne-Tagilsk  in  the  Ural ;  the  Konigine  (or  Konigite)  was  from  Gumeschevsk  ;  in 
email  brilliant  crystals  with  malachite  in  a  quartzose  rock  near  Roughten  Gill,  in  Cumberland :  in 
Cornwall  (in  part  luarrmgtonife),  and  sometimes  with  crystals  of  brochantite  on  the  so-called  war- 
ringtonite;  at  Retzbanya;  in  Nassau,  with  chalcopyrite ;  in  small  beds  at  Krisuvig  in  Iceland 
{kj-isuv'gite}]  in  Mexico  [brongnartine);  iu  Chili,  at  AndacoUo  (anal.  10);  in  Australia  (brought 
from  Sidney,  N.S.W.,  anaL  9). 

Named  after  Brochant  de  Vilhers. 

On  cryst.,  G.  Rose,  Reis.  Ural,  i.  267 ;  Kokscharof,  Min.  Russl.,  iii.  200,  The  above  angles  are 
from  Kokscharof.  G.  Rose  found  /A  7=104°  10',  and  14  A  14=151°  .52',  ilg.  545  is  from 
Levy.    Kokscharof 's  figures  have  not  the  plane  24,  and  several  are  without  i-t 

Artif. — Formed  in  a  bright  green  powder  by  Field  (Phil.  Mag.,  IV.  ixiv.  123)  by  adding  to  a 
strong  solution  of  sulphate  of  copper  a  small  quantity  of  caustic  potash,  boiling,  filtering,  and 
washing  till  all  the  sulphate  of  copper  is  removed ;  analysis  after  drying  at  lOC^  C.  afforded  S 
16-98,  Cu  67-51,  H  [15-51J  =  lU0,  giving  the  0.  ratio  4:3:4,    See  further  under  Laxgite. 


702.  LANGITE.  Anew  British  mineral  K  S.  Maskelyne,  Phil.  Mag.,  lY.  xxvii.  306,  1864. 
Langite  Maskelyne,  Pisani,  0.  R.,  lix.  633,  1864,  Maskelyne,  Phil.  Mag.,  IV.  xxix.  473,  1865. 
DeviUine  Pisani,  0.  R.,  813,  l6Qi=Lje\l[te  Maskelyne,  Ch.  News,  x.  268,  1864. 

Orthorliombic.  I A  7=128°  W  ;  OA  1-^=14:7°  36' ;  a:h:  c=0-6346  : 
1:1-8702.  lAi-t=llS°  8',  6>  A  24=128°  14^  Cleavage  :  apparently 
0  and  i-l.  Crystals  small  and  short  ;  simple  forms  not  observed.  Twins  : 
composition-face  /,  and  forms  like  those  of  aragonite.  Also  in  fibro-lamel- 
lar  and  concretionary  crasts,  with  earthy  surface. 

H.  =  2'5— 3.  G.  =  3-4:8— 3*50,  Maskelyne.  Lustre  of  crystals  vitreous  ; 
of  crusts  somewhat  silky.  Color  line  blue  to  greenish-blue  ;  through  i-l 
blue  ;  through  i-l  greenish-blue ;  through  0  paler  greenibh-blue.  Ti*ans- 
lucent. 

Comp. — 0.  ratio  for  S,  H=4  :  3  :  4,  Pisani;  4:3:5,  Maskelyne.  The  former  gives  the 
formula  Cu  S+3  Cu  H  +  H=Sulphuric  acid  17-0,  oxyd  of  copper  67-7,  water  15-3  =  100.  The 
latter  corresponds  to  Sulphuric  acid  16-4,  oxyd  of  copper  65-1,  water  18*5  =  100.  The  ratio  4:3:4 
gives  also  the  formula  Cu^  S  +  Ou  H+3  H. 

Analyses:  1,  Maskelyne  (1.  c);  2,  Pisani (L  c);  3-5,  A.  H.  Church  and  R.  Warrington  (J.  Ch. 
Soc,  II.  m.  87);  6,  Tschermak  (Ber.  Ak.  Wien,  li.  i.  127): 

I£ 

18-32  =  100-56  Maskelyne. 
16-19,  Mg  0-29  =  100  Pisani. 
15-73=100  Church. 
16  :i5  =  100-28  Warrington. 
15-53=100-29  Warrington. 
[15-.^]  =  100  Tschermak. 

The  devilline  (or  lyeUite),  which  includes  the  incrusting  variety,  is,  as  Tschermak  has  shown 
(1.  c),  langite  mixed  with  gypsum,  which  is  apparent  in  scales.  His  analysis  above  was  made  on 
the  devilline  after  separating  18  p.  c.  of  gypsum;  and  he  stated  that  Pisani's  analysis  of  the 
same  (1.  c.)  indicates  the  presence  of  24  p.  c.  For  an  analysis  of  the  lyellite  by  Church  see  J.  Ch. 
Soc,  II.  iii.  83. 

Pyr.,  etc. — B.B.  on  charcoal  yields  water,  acid  fumes,  and  metallic  copper.  Heated  it  passes 
through  (1)  a  bright  green  color,  losing  1  equivalent  of  water,  and  then  having  the  0.  ratio 
(4  :  3  :  4)  of  some  brochantite ;  (2)  various  tints  of  olive-green ;  and  (3)  becomes  black.  It  has 
finally  a  strongly  acid  reaction. 
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Obs.— Found  in  argillaceous  schist  (killas)  in  Cornwall,  in  minute  twinned  crystali;  also  as  a 
blue  crust,  partly  earthy.    It  is  associated  sometimes  with  connellite. 
Named  laagiie  after  Dr.  V.  v.  Lang,  formerly  of  the  British  Museum. 

The  analyses  of  so-called  brochautite  by  Berthier  of  a  Mexican  specimen,  and  Field  of  a  Chilian, 
as  well  as  of  the  artificial  mineral,  have  the  same  composition  assigned  by  Pisani  and  Church  to 
the  langiie;  and  there  is  yet  some  uncertainty  as  to  the  true  limits  between  the  two  species. 
The  sijecimens  had  the  green  color  of  brochantite. 

703.  CYANOTRICHITE.  Kupfersammeterz,  Kupfersammterz,  Wern.^  Karsten's  Tab.,  62, 
1808.  Velvet  Copper  Ore  Jameson,  Min.,  iii.  153,  1816.  Sammetcrz  Breith.,  Char.,  168,  1823, 
320,  18o2.  Cuivre  veloute  Fr.  Cyanotrichit  Glocker,  Grundr.,  587,  1839.  Lettsomite  Fercy, 
Phil.  Mag.,  xxxvi.  103,  1850. 

Occurs  in  druses  of  short  capillary  crystals,  and  having  an  appearance 
like  velvet ;  sometimes  in  spherical  globules. 

Color  clear  smalt-blue,  sometimes  passing  into  sky-bkie.    Lustre  pearly. 

Oomp.— 0.  ratio  for  Cu,  fi,  S,  H,  from  mean  of  analyses,  9'03  :  5-48  :  8-85  :  20-50.    Taking  it 
at  9  :  6  :.9  :  21,  the  formula  may  be  3  Ou^  S  +  2  ^1  H='+ 15H ;  or  3  Cu  S  +  2  Cu^H^+2  ^1 
H=3CuS+4(|  Cu^  + 1  ^1)      +  9  H.    Needs  further  investigation.    Analyses  :  J.  Percy  (L  c.) : 

S  ^1  Ou  H 

15-39  11-70  43-16       23-06  =  98-30. 

14-12       11-06       1-18       46-59       23-06,  insol.  2-35  =  98-36. 

Obs. — Occurs  sparingly  at  Moldawa  in  the  Bannat,  coating  the  cavities  of  an  earthy  hydrated 
oxyd  of  iron,  along  with  a  white  amorphous  sulphate  of  alumina. 

Named  Cyanotrichiie  from  ^iJui/us,  blue,  and  dm^,  hair;  and  Lettsomite  after  the  English  mineralo- 
gist, W.  Gr.  Lettsom. 

704.  WooDWARDiTE  ChurcTi,  Ch.  News,  xiii.  85,  113,  1866,  J.  Chem.  Soc,  II.  iv.  130.  Probably 
an  impure  uncrystallized  variety  of  the  above,  mixed  with  hydrate  of  alumina.  Occurs  in  Corn- 
wall, in  minute  botryoidal  concretions,  of  a  rich  turquois-blue  to  greenish-blue  color,  translucent 
to  almost  transparent ;  G.=:2'38.  Analyses;  1-3,  Church  and  Warrington  (1.  c.) ;  4,  Pisani  (C. 
R.,  Ixv.  1142)  : 

18-48  =  98-74  Church. 
[19-65]=  100  Warrington. 
[22-73]=  100  Warrington. 
[26-9],  Si  1-2  =  luO  Pisani. 

Church  and  Warrington  also  found  traces  of  silica,  lime,  magnesia,  and  phosphoric  acid,  which 
were  undetermined.  The  mean  of  the  first  3  analyses  afibrds  the  0.  ratio  for  Ou,  Al,  S,  H=ll : 
9-6  :  9  :  23  ;  equivalent  to  3  Cu' S,  2  Cu  TI,  3  Al  IP,  1 2  H  ;  or  3  Cu  S,  ^  Cu  H,  3  Al  IP,  6  H.  No. 
4,  by  Pisani,  gives  about  12:9  for  the  Ou  and  H,  the  ratio  in  langite,  and  he  makes  the  mineral 
impure  langiie.  He  analyzed  (1.  c.)  another  __similar  material  from  Cornwah  (received  from  Mr. 
Tailing),  of  a  clear  green  color,  and  obtained  S  4-7,  Al  33-8,  Cu  17-4,  li  3S-7,  Si  6-7  =  10u-5;  show- 
ing a  mixture  of  the  copper  sulphate  with  a  hydrous  silicate  of  alumina  as  well  as  hydrate ;  and 
this  he  considers  as  proving  that  woodwardite  is  only  a  mixture. 

The  mineral  is  soluble  with  scarcely  any  residue  in  dQuted  acids.  Named  after  Dr.  S.  P. 
Woodward. 
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705.  JOHANNITE.    Uranvitriol  John,  Cb.  Unters.,  V.  254,  1821.    Johannit  Haid.,  Abhandl., 
bohm.  Ges.  Prag,  1830.    Sulphate  of  Uranium.    Sulfate  vert  d'urane  ^ewd 

Monoclinic.  67=85°  40',  /  A  7=69°.  Crystals  flattened,  and  from  one 
to  three  lines  in  length  ;  arranged  in  concentric  druses  or  reniform  masses. 

H.  =  2  — 2*5.  G.  =  3'19.  Lustre  vitreous.  Color  beautiful  emerald- 
green,  sometimes  passing  into  apple-green.    Streak  paler.    Transparent — 
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translucent ;  sometimes  opaque.  Soluble  in  water.  Taste  bitter,  rather 
•than  astringent. 

Comp. — 0.  ratio  for  bases  aud  acid  1  :  1,  whence  the  formula  (T'^,  U)  S  +  ^r  Cu^  S-f- U  TI.  or 
(g(U'-',U)  +gC/u^)  S  +  1^H=,  if  the  uranium  be  all  sesquioxyd,  Sulphuric  acid  2(J-8,  oxyd  of  ura- 
nium 66-1,  oxyd  of  copper  6'U,  v/ater  G-2=10u.  Analysis  by  Liudacker  (mean  of  two  trials, 
Yogi's  Mln.  Joach.,  1857) : 

S  20-02    U,  U  67-72    Cu  5-99    Fe  0-20    H  5-59:^99-52. 

Pyr.,  etc. — In  a  glass  tube  at  a  low  heat  does  not  change  ;  highly  heated  gives  off  water  and 
sulphurous  acid,  and  becomes  brown  and  finally  black.  B.B.  on  charcoal  gives  sulphur  fumes  and 
a  scoria  of  black  color  and  dull  green  streak.  With  salt  of  phosphorus  reacts  for  copper  and 
uranium.  Somewhat  soluble  in  water.  Solution  precipitated  chestnut-brown  by  prussiate  of 
potash,  yellowish-green  by  alkalies,  and  in  brown  flocks  by  an  infusion  of  nutgalls. 

Obs. — Discovered  by  John  near  Joachirasthal  in  Bohemia,  after  whom  the  species  is  named. 
Found  also  at  Johanngeorgeustadt.  Reported  from  the  Middletown  feldspar  quarry  by  Sliep- 
ard. 


706.  URANOCHALCITE.    Urangriin  Hartmann.    Uranochalzit  Breitli.,  Handb.,  173,  1841. 

In  small  nodular  crusts  and  velvety  druses,  consisting  of  acicular  crys- 
tals. 

H.  =  2— 2|-.    Color  fine  grass-green  to  apple-green  ;  streak  apple-green. 

Comp.— (I  (U^,     +  l  Oa^)S-l-i  CuS  +  9H=,  if  the  uranium  be  taken  as  all  sesquioxyd,  Sul- 
phuric acid  21-1,  oxyd  of  uranium  33-5,  oxyd  of  copper  7*0,  lime  9'8,  water  28*5=  lOo.  Analysis 
Liudacker  (Yogi's  Min.  Joach.,  1857) : 

S  Fe     Cu      Ca  H 

(1)  20-03    36-14    0-14    6-55    10  10    27-16  =  100-12. 

Obs. — From  Joachimsthal  in  Bohemia. 

707.  MEDJIDITE.  J.  L,  Smith,  Am.  J.  ScL,  II.  v.  337, 1848.  Sulphate  of  Uranium  &  Lime. 
Massive,  with  an  imperfectly  crystalline  structure. 

H.  =  2'5.  Lustre  vitreous  in  the  fracture.  Color  dark  amber.  Trans- 
parent. 

Comp.— Perhaps. ^S4-.CaS -h  i 5  E[,  according  to  some  qualitative  trials  by  Smith;  but  as 
probably  ©  S  +  Ca^  S  +  15H=(|S^-l-i  Ca^)  S  +  7|  H,  and  thus  approaching  uranochalcite. 

Pyr.,  etc. — In  a  matrass  easily  yields  water.  At  redness  blackens,  being  converted  into  oxyd 
of  uranium  and  sulphaie  of  lime.  With  salt  of  phosphorus  a  green  bead.  Dissolves  readily 
in  dilute  muriatic  acid. 

Obs. — Occurs  near  Adrianople,  Turkey,  on  pitchblende,  associated  with  liebigite,  in  some  places 
■with  crystals  of  sulphate  of  luue ;  also  at  Joachiuisthal,  with  liebigite  on  uranium  ore.  Externally 
often  duU  from  loss  of  water. 

It  was  named  after  the  Turkish  sultan  Abdul  Medjid. 

708.  ZIPPEITE.  Basisches  schwefelsaures  Uranoxyd  (verwitterter  Uran-Yitriol)  J.  F.  Johi^ 
Unters.,  v.  ISil,  Jahrb.  Min.  1845,  299.  Uranbliithe  Z<>^e,  Yerh.  Ges.  Bohm.  Prag,  1824.  Zip- 
peit  Haid.,  Handb.,  510,  1845. 

In  delicate  needles  ;  acicular  rosettes  ;  warty  crusts. 

H.=:3.    Color  fine  sulphur-yellow,  lemon-yellow,  orange-yellow. 
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Comp. — Hydrous  sulphate  of  sesquioxyd  of  uranium,  with  or  without  oxyd  of  oopper,  and 
lemon-  to  orange-yellow  when  without.    Analyses  by  Linducker  (Yogi's  Miu.  Joach.): 

S        e      IPe     Cu      Ca  fl: 

1.  With  no  Copper    13-06    67-86    0-17    0-61  l7-69=99-39. 

2.  Copper  var.         17-36    62'04    5-21    15-23  =  99-84. 

Formula  of  the  former  + 12  H,  Vpgl ;  of  the  latter,  'S^+  6  fl,  with  16  p.  c.  copper  vitriol 
as  impurity,  Ramm. ;  or  (Ou^,  F)^  S-+8H,  in  which  0.  ratio  of  Cu,  6=1  :  12. 

Pyr.,  etc. — In  the  closed  tube  water,  and  at  a  higher  temperature  sulphuric  acid.  With  salt 
of  phosphorus  gives  a  yello^vish-g^een  glass  in  O.F,,  becoming  emerald-green  in  R.F. 

Obs. — From  Joachimsthal. 

Named  after  the  mineralogist  Prof.  Zippe.  John's  basic  sulphate  is  a  yellow  mineral,  and  may 
be  either  the  preceding,  or  what  Vogl  calls  Uranochre. 

709.  VOGLIANITE.    Basic  Sulphate  of  Uranium  Vogl,  Min.  Joach.,  1857.    Voglianite  I>awa. 
In  soft  globular,  and  nodular,  earthy  coatings. 

Color  pistachio-  to  verdigris-green ;  streak  pale  green  or  apple-green. 

Oomp.— 4(U^  ^)^  S  +  (Ca,  Cu)  S-f-10fi,  or,  regarding  the  sulphate  of  copper  and  Ume  as 
impurity,  (U^,  ^j'^  S  4-2  fi.    Analyses  by  Lindacker  (Min.  Joach.) : 

S      U6     Fe     Cu  Ca 

1.  Ume  var.       12-34    79-50    0-12    1-66  5-49=99-ll. 

2.  Copper  var.    12-13    79-69    0'36    2-24    0*05    5-25  =  99-72. 

Obs. — From  Joachimsthal  in  Bohemia. 

710.  URACONITE.    Uranochre  Vogl,  Min.  Joach.    ?  Uraconise  Beud.,  Tr.,  il  672,  1832. 

Uraconite  Dana. 

Amorphous,  earthy,  or  scaly,  and  of  a  fine  lemon -yellow  color,  or  orange. 

Comp. — Analyses  by  Lindacker  (L  c.) : 

S       e  ¥^6  Cu  Ca  a 

1.  Yellow       7-12    70-94  0-41  0-24    20-88  =  99-58. 

2.  Orange     10-16    66-05  0-86    2-62  20-06=99-76. 

Formula  deduced  by  Vogl  for  1,  6^S  +  14H;  for  2.  i  Ca  S+^^S+UfiT. 
Obs. — From  Joachimsthal,  with  other  uranium  ores.    Uraconise  of  Beudant  was  described  as 
a  yellow  pulverulent  ore ;  its  composition  is  unknown. 


711.  MONTANITE.    F.  A.  Genth,  Private  contribution,  Jan.  19,  1868. 
Incrnsting;  without  distinct  crystalline  structure. 

Soft  and  earthy.  Lustre  dull  to  waxy.  Color  yellowish  to  white. 
Opaque. 

Comp.— Bi  Te+2  S=Telluric  acid  26-1,  oxyd  of  bismuth  68-6,  water  5-3  =  100.  Analysis: 
Geuth  {l  c.) : 

Montana        Te  26  83       Bi  66-78       Pe  0-56       i»b  0-39       H  5-94=100. 

Pyr.,  etc. — Yields  water  in  a  tube  when  heated.  B.B'.  gives  the  reactions  of  bismuth  and 
tellurium.    Soluble  in  dilute  muriatic  acid. 

Obs. — Iiicrusts  tetradymite,  from  whose  alteration  it  had  been  formed,  at  Highland,  in  Montana. 
The  waxy  lustre  is  observed  when  the  incrustation  has  separated  from  the  scales  of  tetradymite. 
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•712.  KERSTENITE.    Selenbleispath  Kersten,  Pogg.,  xlvi.  217,  1839.     Selenigsaures  Bleioxyd 
Germ,    Selenite  of  Lead.    Seleuate  of  Lead.    Kersteuite  Dana. 

In  small  spheres  and  botryoidal  mnsses.  Cleavage  distinct  in  one  direction.  H.  =  3— 4.  Lus- 
tre greasy — vitreous.  Color  sulphur-yellow.  Streak  uncolored.  Brittle.  Fracture  fibrous. 
According  to  Kersten.  it  consists  of  selenous  acid  and  oxyd  of  lead,  with  a  smaU  proportion  of 
copper.  On  coal  it  fuses  readily  to  a  black  slag,  giving  otf  a  strong  selenium  odor,  and  is  finally 
reduced  to  a  metaUic  globule.  With  borax  it  fuses  and  forms  a  yellowish-green  pearl,  which  ia 
of  the  same  color  on  cooling.  With  soda  on  charcoal  metallic  lead  is  obtained.  Occurs  with 
selenid  of  antimony  and  lead,  malachite,  etc.,  at  the  Friederichsghick  mine,  near  Hilburghausen, 
and  at  Eisfeld.    May  it  be  a  seltnate,  or  is  it  only  a  mixture  ? 


7.  CAEBONATES. 

The  carbonates  have  a  hardness  not  exceeding  5,  and  consequently  will 
not,  when  pure,  strike  fire  with  a  steel.  The  anhydrous  come  under  the 
common  general  formula,  RO,  CO^,  but  present  three  types  of  crystallization, 
a  rhomboliedral,  with  B  /\  B  near  105°  ;  an  orthorhombic,  with  /  A  /near 
120°  ;  and  a  monoclinic,  with  I ^  I  near  105°.  They  constitute  therefore 
a  case  of  pleomorphism,  while  all,  still,  are  approximately  isomorphous. 
These  anhydrous  species  have  a  vitreous  to  subpearly  lustre,  and  are  typi- 
cally spars.  The  hydrous  carbonates  vary  much  in  crystallization,  and  in 
some  cases  have  a  strongly  pearly  lustre.  All  efifervesce  in  hot  acids,  and 
part  of  them  in  cold. 


1.  ANHYDROUS  CARBONATES. 


ARRAl^GEMENT    OF    THE  SPECIES. 
I.  CALCITE  GROUP.    Rhombohedral ;  R^  Z?=105°— 108°. 

715.  Calcite                   CaC                       .  ■eOiesiea 

716.  Dolomite                (iCa+iMg)C  eO|e2||(iea  +  iMg) 

717.  Ankeritb                (i  6a+i  (Mg,  Fe,  Mn))  C  ^  0||02||(iea  +  i(Mg,  Fe,  Mn)) 

718.  Magnesite               MgC  eOHOalMg 

719.  Mesitite                  (I-  Mg+i  Fe)  C  O  OiesKf  Mg  +  i  Fe) 

720.  PiSTOMESiTE              (iMg+iFe)C  eeie^KiMg-f-iFe) 

721.  SiDEBiTE                  FeC  ee|0n|Fe 

722.  Rhodochrosite          MnO  •eOiOaUMn 

723.  Smithsonite              ZnO  eOiOsfZn 


II.  ARAGONITE  GROUP.    Orthorhombic.    /  A /=115°— 119= 


724.  Aragoxite  Ca  C  £  ©JOafOa 

725.  Manganocalcite       (f  Mn+i  (Ca,  Mg))  C  O  eilO,||(f  Mn4-i  (6a,  Mg)) 

726.  Witherite  SaC  eOfOalfia 
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727.  Bromlite  (^Ba+iCa)C  eOlOsKifia+iea) 

728.  Stronttanite  Sr  C  ■eO||02||Sr 

729.  Cerussite  PhG  eOlO^iPb 

IIT.  BARYTOCALCITE  G-ROUP.    Monoclinic.    /A  7=106"— 107°. 

730.  Barytocalcitk         (i:6a+iCa)C  ee|e2i(iBa  +  i€a) 

IV.  PARISITE  GROUP,    Carbonate  containing  fluorine. 

731.  PARISITE  (Ce,  La,  1)1)  C  +  ^  (Ca,  Ce)  P 

732.  KiscHTniiTE  6  La  C  +  Ce^  0'  +  Ce'    +  2  H! 

Y.  PHOSGENITE  GROUP.    Carbonate  containing  chlorine. 

733.  PHOSGE^^TE  l»bC  +  PbCl 


715.  CALCITE.  Marraor  (Marble)  pt.  Plin.  Lapis  calcarius.  Saxum  calcis  {Calx  in  Latin 
meaning  burnt  lime),  Kalchstein  Agric,  De  Nat.  Foss.,  320,  Interpr.,  4G8,  1546.  Kalksten 
WaU,,  Min.,  1747.  Spatig  Kalksten,  Kalkspat,  Cronsi,  Min.,  13,  1758.  Kalk,  Kalkspath, 
Kalkstein,  Germ.  Calx  aerata  5ergfw.,  1774,  and  Opusc,  i.  24  1780.  Calcareous  Spar ;  Lime- 
stone; Carbonate  of  Lime.    Chaux  carbonatee  Fr.    Calcit  Haid.,  Handb.,  498,  1845. 

Hhomboliedral.  ^  A  7?  (f.  550a,  over  a  terminal  edge)  =  105°  5\  0  A  B 
=135°  23' ;       0-8543.    Cleavage  :  B  liiglilj  perfect. 


550  551  552  553  554 


Observed  forms:  1.  Rhowhohedrons  j  forms  whose  planes  are  in  the 
fiame  vertical  zone  with  R  (one  of  which,  4,  is  shown  in  f.  559,  550e,  and 
three  of  the  minus  series,  in  -2,  -f,  in  f.  564,  550c,  d,  b)  ;  the  ]?ltis 
rhombohedrons  ranging  from  \R  (the  vertical  axis  of  which  is  ^th  that 
of  R  relatively  to  the  lateral  axes)  to  28^,  the  planes  of  the  former 
nearly  coincident  with  the  basal  plane  <9,  and  of  the  latter  as  nearly  with 
those  of  the  vertical  prism  ;  the  minus  rhombohedrons  ranging  from 
to  -14  ;  the  fundamental  rhombohedron  R  (f  550a)  uncommon,  except 
in  combination  with  other  phmes,  or  as  a  cleavage  form  ;  -J  R  (f.  550b,  often 
called  nail-head  spar)  corresponding  to  a  truncation  of  the  terminal  edge 
of  7?,  very  common,  and  especially  in  combination  (f.  552c,  553a,  b,  564, 
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566) :  -27?(f.  550c),  called  the  inverse  by  Haiiy,  because  the  ariij-e  over  the 
lateral  edo-es  is  near  that  over  the  terminal  of  i?,  common  ;         (f.  550d), 


555 


557 


558 


556 


Rossie. 

.or  the  cuboid  of  Haiiy,  its  angles  being 
rather  near  those  of  a  cube,  and  the  acute 
form  4:12  (f.  550e),  also  common  ;  13/t 
(f.  551)  of  not  unfrequent  occurrence ; 
16^  (f.  553d). 

2.  Scalenohedrons.  (a)  Planes  bevel- 
ling the  lateral  edges  of  Ji,  f.  562, 
which,  when  more  extended,  take  the 
form  in  the  dotted  lines  of  the  same 
figure,  or  the  complete  scalenoliedron  ; 
the  series  having  tlie  general  symbcJ  1", 
and  including  all  the  forms  in  the  table 
beyond  from  111  to  1'^  (the  1  signifying 
that  tbey  are  thus  related  to  the  rhom-  \  /  / 
bohedron  li?,  and  the  annexed,  number  \  /  / 

indicating  the  length  of  the  vertical  axis  \// 
as  compared  with  that  of  17? ;   also  a  V 

minus  series,  -1",  having  the  same  relation  to-li?;  three  of  the  minus 
series  are  combined  in  the  illustrativ  e  figure,  f.  563,  and  two  of  i\iQ ^pliis  \u 
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f.  559)  :  scalenoliedron  1'  (f.  552a,  dog-tooth  spar^  very  common,  both  simple 
and  in  combination  (the  latter  in  f.  555  to  559,  564:,  565  ;  f.  556  a  distorted 
form  of  f.  555).  (J)  Planes  bevelling  the  lateral  edges  of  -^R  (f  553c), 
and  having  the  general'  symbol  -2°.  [c)  Planes  having  the  same  relation  to 
other  rhomboliedrons,  but  if  referred  to  tlie  fundamental  rhombohedron, 
7?,  replacing  its  lateral  or  terminal  angles,  or  terminal  edges  (f  561,  564). 
((T)  The  last  mentioned  bevelling  the  terminal  edges  of  11  (as  ^  in  f  564), 
Laving  the  general  symbol  m",  with  f  mn—\  m=l  when  tlie  scaleno- 
hedron  i&plus  like  the  7?,  but  f  mn-^^m=l  when  minus,  (e)  Bevelments 
of  terminal  edges  of  other  rhomboliedrons,  m^R,  having  the  same  general 
symbol  but  with  ^mn—i  m—m\  when  of  like  signs  with  m^i?,  and 
f  mn^r\  m—m\  when  of  unlike  signs. 

564 


3.  Regular  six-sided  pyramids  ;  general  symbol  m-2,  as  4-2,  f.  561. 

4.  Prisms,  (a)  The  regular  six-sided  prism  i,  very  common,  either  short 
or  long  (f.  552c,  553a,  b,  554,  570).  (b)  Prism  i^2',  only  in  combination 
and  not  common,  (c)  Twelve*sided  prisms     ,  i-f. 
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5.  Basal^  plane  0^  as  in  552d,  553a,  c,  570,  far  less  frequent  as  a  termi- 
nation of  crystals  than  rliombolieclral  and  scalenohedral  planes. 


Angles  op  Rhombohedrons. 

^  is  a  face  of  the  fundamental  rhombohedron  IR;  7?' the  particular  rhorabohedron  below  iu 
each  line ;  o  the  basal  plane : 


Term.  Edge,  o  ^  R 

R  ^R' 

Term.  Edge 

i.  0  AR 

RaR' 

I 

156 

'  2' 

166°  9' 

149°  14' 

-5 

63°51' 

101°28' 

123°  9' 

a 

152 

35 

161 

48 

153  85 

-1 

64  42 

102  42 

121  55 

f 

142 

55 

158 

28 

156  55 

-4 

65  50 

104  17 

120  20 

134  57 

153 

45 

161  48 

-4 

67  26 

106  9 

118  28 

116 

52 

152 

48 

163  35 

_ii 

4 

71  18 

110  14 

114  23 

129 

40 

150 

35 

164  48 

-f 

73  15 

112  5 

112  32 

\R 

105 

6 

135 

23 

180 

_13. 

5 

74  9 

112  56 

111  41 

I 

82 

56 

120 

5 

164  42 

a 

~4 

76  9 

116  16 

110  21 

f 

73 

15 

112 

5 

156  42 

-2 

78  51 

116  52 

107  45 

3 

69 

24 

lOS 

40 

153  7 

_ia 

8 

85  26 

121  58 

102  39 

13. 

4 

68 

25 

107 

20 

151  57 

.I! 

86  36 

122  49 

101  58 

4 

65 

50 

104 

17 

148  50 

-1 

88  18 

124  6 

luO  2 

4 

65 

6 

103 

24 

148  1 

90  55 

125  58 

98  39 

t 

64 

42 

102 

42 

147  19 

_5. 

4 

95  28 

129  2 

95  35 

6 

62 

43 

99 

85 

144  12 

_fi. 

5 

97  10 

130  11 

94  48 

7 

62 

1 

98 

14 

142  51 

-f 

99  14 

131  35 

93  2 

9 

61 

14 

96 

25 

141  3 

-1 

111  13 

139  12 

85  25 

13 

60 

36 

94 

27 

139  4 

_4 

115  7 

141  43 

82  54 

16 

60 

20 

93 

38 

138  15 

4 

123  10 

146  40 

77  57 

18 

60 

19 

93 

18 

187  504- 

127  39 

149  23 

75  14 

28 

60 

8 

92 

4 

136  41 

4 

134  57 

153  45 

70  52 

-14 

60 

31 

94 

8 

138  45 

-i 

156  2 

166  9 

58  38 

^11 

60 

50 

95 

19 

129  18 

_i 

5 

160  42 

168  50 

55  47 

-8 

61 

33 

97 

13 

127  25 

_-l- 
1  0 

170  14 

174  22 

51  15 

Angles  of  Scalenohedrons. 

Long  E.  Short  E.  Mid.  E.  Long  E.  Short  E.  Mid.  E. 

iV                154°37'    145°55'     61°36'  (f.  577)      159°  24'  138°  5'     64°  54' 

i"                130  16    121  14    131  19  146  10    128  15      93  20 

13 
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Long  E.  Short  E.  Mid.  E. 
i^)S.  161"  5S'  i;53'o:y  G6':-;i' 


V^,  s. 

116 

53 

IK) 

48 

164 

43 

5 

164 

1 

130 

37 

67 

41 

2.3 
5 

152  40 

123 

35 

90 

20 

l4 

11 

166 

57 

125 

53 

69 

16 

7 

169 

5 

122 

37 

69 

45 

f ,  Hg 

136  481  112  59 

133 

53 

1?- 

170 

29 

120 

14 

71 

5 

fsi  S. 

174 

26 

118 

23 

71 

36 

1*72 

30 

116 

59 

72 

1 

f  Hg. 

147 

4 

1U5  ISi  125  53i 

171 

43 

102 

55 

88 

16 

,z 

l5 

168 

1 

102 

21 

94 

1 

1  2 

165 

33 

102 

6 

97 

57 

I3,  Hg. 

169 

56 

102 

36 

91 

13 

-.5. 

la 

161 

53 

101 

55 

103 

52 

li 

160 

13 

101 

56 

106 

34 

Is 

159 

17 

101 

57 

108 

7 

155 

50 

102 

11 

113 

45 

,1. 

151 

7 

102 

52 

121 

34 

144 

24 

104  38 

132 

58 

,ia 
1  3 

136  47 

107 

48 

146 

28 

134 

28 

109 

1 

150 

44 

1.  Hg. 

133 

53 

109 

34 

152 

30 

1  3 

132 

41 

110 

3 

154 

5 

1  3  ,  Rh. 

131 

31 

110 

36 

156 

42 

1' 

130 

10 

111 

39 

158 

53 

1' 

127 

50 

113 

21 

163 

30 

1" 

126 

26 

114 

24 

166 

28 

1" 

125  47 

114 

50 

167 

35 

2  13 

125 

30 

115 

12 

168 

32 

f  9 

165 

59 

95 

27 

105 

24 

170 

0 

91 

34 

103 

21 

142 

53 

100 

55 

145 

28 

2V,  Hg. 

144  30 

98 

251  146  42 

2» 

142 

30 

99 

58 

149 

21 

153 

2 

91 

12 

137 

48 

r 

152 

54 

90 

46 

139 

12 

143 

50 

97 

28 

151 

51 

4I 

162 

23 

80 

10 

183 

19 

4' 

152 

29 

88 

57 

144 

29 

4» 

141 

51 

98 

40 

1 55 

89 

The  long  E.,  above,  is  edge  T  (f.  562) ;  sliort 


1  1  -L^  0 
V;  '  ? 

Long 

E, 

Short  E. 

Mid.  E. 

157 

=  14' 

83 

'  55' 

140°  40' 

loH  ? 

134 

3 

00 

44 

125  4 

166 

10 

71 

36 

182  37 

-8^ 

169 

89 

71 

18 

129  3 

-55 

164 

59 

76 

54 

132  1 

-4l>  Rh. 

158  30 

83 

34 

137  34 

159 

4 

87 

37 

130  45 

r.3. 
-22 

-23 

163 

11 

86 

6 

122  32 

159 

20 

88 

18 

127  29 

153 

16 

92 

9 

135  19 

-2f  ? 

146 

53 

96 

22 

143  34 

-2^ 

142 

30 

99 

58 

149  21 

-2* 

139 

36 

106 

25 

163  24 

172 

40 

84  45 

112  20 

-f  H  ?  Da.  a 

174 

44 

85 

S2 

102  31 

-|2  ? 

147 

31 

98 

32 

137  33 

-f  4  ? 

150 

15 

96 

22 

135  6 

164 

8 

92 

46 

111  46 

s. 

-f  4  ? 

161 

32 

83 

15 

114  25 

151 

6 

99 

6 

127  40 

,  7 

167 

6 

95 

15 

103  40 

-fa 

158 

8 

96 

51 

117  8 

167 

23 

98 

2 

103  48 

_S.2 
7 

155 

7 

99 

26 

119  6 

-l3  ? 

169 

56 

102 

86 

91  13 

-l3 

161 

53 

101 

55 

103  52 

,  i    ,  <i  -.13. 
-l3,    l^  iV, 

,  P,  same 

as+l3,  1= 

,  1  3  ,  1^ 

—A3 

5 

145 

15 

107 

38 

124  39 

154 

7 

111 

54 

103  4 

7 

157 

5 

120 

26 

88  9 

149 

43 

117 

23 

102  25 

142 

32 

115 

17 

117  50 

140 

44 

114 

57 

121  39 

138 

23 

114 

34 

128  30 

129 

10 

115 

5 

150  0 

-4^",  Hg 

128 

7 

115 

21 

152  53 

126 

1 

116 

4 

158  59 

170 

16 

140 

18 

50  12 

7 

144 

6 

124 

56 

loO  47 

_J-3 

5 

162 

35 

144 

45 

54  6 

0 

141 

41 

128 

7 

99  58 

_i6 

158 

19 

147 

13 

56  C 

5.,  edge  X ;  mid.  E.,  edge  Z. 


Angles  of  Pyramids. 


Pyram.  Basal. 

1-2         151' 21'  59°  20' 

Y-2        139  44  87  1 

^2         135  5H  97  26i 


Pjrara.  Basal. 

2-2         128=52'  119=20' 

f-2          125  30i  182  36 

4-2         122  39  147  23 
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Pyram.  Basal.  Pyram.  Basal. 

V-2        121°  59'        151°  50'  6-2        121°  18'         157"  54' 

121    30^       U9    22  8-2       120   42  163  0 

Twins  :  (1)  Composition-face  basal  (or  parallel  to  ry),  as  f.  566  in  tlie  form 
f.  565,  f.  567  in  that  of  f.  553b,  f.  568  iu  one  similar  to  f,  552a.  (2)  C- 
tace  /t,  f.  570,  the  vertical  axes  of  the  two  forms  nearly  at  I'iglit  angles 
(90°  46'),  since  o  A  ^=135°  23'  ;  producing  complex  forms  wlien  higlily 
modified.  (3)  C.-face  -2^,  as  f.  569,  in  the  scalenohedron  T,  f.  552a. 
(4)  C.-face  -\R  (f.  571),  the  vertical  axes  of  the  two  forms  inclined  to  one 
anotlier  127°  34' ;  composition  often  repeated,  producing  an  alternation  of 
thin  hunella3 ;  and  often  occurring  as  lamellae  intersecting  different  forms, 
or  cleavage  rhombohedrons  ;  common  in  the  grains  of  granular  limest(»n(^ 
(Oschotz,  ZS.  G.,  vii.  5).  (5)  C.-face  prismatic  plane  ^'-2.  (6)  C.-face 
plane  i  (f.  572). 

Also  librous,  both  coarse  and  fine  ;  sometimes  lamellar  ;  often  granular ; 
from  coarse  to  impalpable,  and  compact  to  earthy.  Also  stalactitic,  tube- 
rose, nodular,  and  other  imitative  forms. 

H.=:2-5  — 3-5  ;  some  earthy  kinds  (chalk,  etc.)  1.  G.  =  2-508  — 2-778  ; 
pure  crystals,  2'7213— 2-7234,  Bend.  ;  fibrous,  lamellar,  and  stalactitic, 
2;70— 2-72,  but  when  pulverized,  2-729—2-7233.  Lustre  vitreous— sub- 
vitreous — earthy.    Color  white  or  colorless  ;  also  various  pale  shades  of 

ray,  red,  green,  blue,  violet,  yellow  ;  also  bro^vn  and  black  when  impure. 

treak  white  or  grayish.  Transparent — opaque.  Fracture  usually  con- 
choidal,  but  obtained  with  difliculty  when  the  specimen  is  crystallized. 
Double  refraction  strong. 


The  following  are  some  of  the  irregular  forms  or  conditions  in  the  crystallization  of  calcite : 
(1)  TTlth  curved  surfaces.  The  rhombohedron  top  part  of  f.  574,  and  the  hexagonal  prism 
f.  5T4A,  and  prism  of  f.  576.    (2)  Spirally 

group,  f.  573.  in  which  the  spires  consist  of  573 
small  crystals  of  the  form  in  f.  552c.  (3) 
Grouped  in  curving  columns :  one  case  is 
mentioned  by  Kenngott  in  which  the  column 
was  a  pile  of  rhombohedrons  (form  in  f.  553b) 
in  a  siugle  series,  the  breadth  in.  (4) 
Made  up  of  a  succession  of  unlike  forms :  in 
f  576  a  prism  is  surmounted  by  the  form  in 
f.  553b,  the  crystal,  after  forming  as  a  hexa-  Phenixville. 
gonal  prism  with  a  rounded  summit  through 

indistinct  scalenohedral  planes,  having  been  completed  by  a  form  wholly  diflFerent ;  in  f  .57.5  a 
prism  with  a  rhombohedral  termination  contains  inside  a  scalenohedron  {1%  showing  that  it 
reached  nearly  its  actual  height  as  a  scalenohedron,  and,  moreover,  before  the  new  form  com- 
menced, the  scalenohedron  was  tipped  by  a  cube  of  fluorite;  f  579,  in  which  the  sunken  plane  o 
lias  arisen  from  additions  to  the  other  faces,  in  the  process  of  completion  of  the  crystal,  ^^ith 
none  to  o,  the  conditions  producing  that  modification  having  ceased.  (5)  Tmgular  changes  in  the 
development  of  the  same  form:  iu  f.  574,  the  form  called  nail-head  spar  has  the  unusual  accompani- 
ment of  the  shank  of  the  nail,  made  up  of  very  small  but  similar  rhombohedrons ;  lateral  develop- 
ment having  been  prevented  for  a  while  tperiiaps  by  an  accompanying  deposition  of  sediment), 
and  the  form  consequently  elongating  upward  by"  succ3ss:ve  additions  of  small  crystals,  but 
finally,  when  the  obstruction  is  no  longer  act'.ng.  a'  single  crystal  takino-  a  broad  expansion  and 
topping  the  column  (6)  Symmetrical  arrange, nent  of  impurities :  in  f  577,  578,  showing  the  tops 
of  a  prism,  like  f  552c,  the  impurities  being  crystals  of  pyrite. 

The  planes  in  the  tables  above,  with  the  calculated  angles,  when  not  otherwise  accredited,  are 
from  Zippe,  Kryst.  rhomb.  Kalkhaloides,  Denkschr.  Ak.  Wien,  iii.  1854.  For  the  others,  Hg 
Stands  for  Hessenberg,  Min.  Not,  iii.,  \v.,  v.,  viL ;  Wr.,  Wimmer,  Jahresb.  1854.  8(35;  Rh.,  v 
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Rath,  Pogg.,  cxxxii.  387 ;  S.,  Quiutiuo  Sella,  Studii  Mm.  Sarda,  and  Quadro  crist.  Argento  Rosso, 
del  Quarzo,  e  del  Calcare ;  Da.,  Dana,  a,  from  a  Rossie  crystal  (f.  560,  o),  b,  from  a  Bergeu  HiL 


Phenixville.  Bristol,  Ct. 


See  also  on  the  crystallography  of  calcite,  P.  Hochstetter,  Denkschr  Ak.  Wien,  vi.  89,  1854. 
Figures  513,  575,  577,  678  are  from  a  paper  by  J.  L.  Smith,  in  Am.  J.  Sci.,  xx.  251,  the  figures 
drawn  by  the  author;  and  f.  574  is  from  Przibram  crystals  in  the  cabinet  of  Prof.  Brush.  Fig. 
561  is  from  Hessenberg.  To  the  enumerated  scaleuohedrons  add  (fr.  v.  Rath,  1.  c.)  ^'^s^,  having 
Y=157=  23',  X=140°  40',  Z=:124°  45'. 

Comp.,  Var. — Calcite  is  carbonate  of  lime,  Ca  C=Carbonic  acid  44,  lime  56=1100.  Magnesia, 

protoxyd  of  iron,  or  protoxyd  of  manganese  frequently, 
579  and  strontia,  barytes,  oxyd  of  zinc,  or  oxyd  of  lead  occa- 

sionally, replace  part  of  the  lime. 

The  varieties  are  very  numerous,  and  diverse  in  appear- 
ance. They  depend  mainly  on  the  following  points :  (1) 
differences  in  crystalhzation ;  (2)  in  structural  condition, 
the  extremes  being  perfect  crystals  and  earthy  massive 
forms;  (3)  in  color,  diaphaneity,  odor  on  friction,  due  to 
impurities  ;  (4)  in  modes  of  origin. 

The  following  are  the  most  common  impurities  and  their 
effects : 

Red  oxyd  of  iron  (Pe)  produces  different  shades  of  red, 
Rossie.  from  flesh-red  or  paler  to  opaque  blood-red  and  brownish- 

red,  according  to  the  proportions  present;  the  latter  Haus- 
mann  names  ffcematoconite  (from  ai/^n,  blood,  and  /coi/if,  powder,  Handb.,  1304,  1847),  as  in  the  marble 
Eosso  antico  of  Italy.  The  hydrated  oxyd  (Pe^H^)  causes  yellowish  to  opaque  ochre-yellow  and 
vellowish-brown ;  the  deeper,  Sideroconiie  of  Hausmann  (ib.,  1306).  Protoxyd  of  iron,  oxyd  cf 
jhrome,  silicate  of  iron,  cause  shades  of  green. 
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Carbonaceous  matters,  or  carbon,  give  a  clear  yellowish  tint  to  some  crystallized  calcite,  ami 
various  dull  colors,  from  pale  drab  and  buff  through  gray  and  bluish-gray  to  deep  black,  lo  com 
pact  calcite  or  Umestoue;  the  carbonaceous  matters  having  been  derived  from  the  animals  of  the 
shells,  corals,  etc.,  out  of  which  the  limestones  were  originally  made,  or  from  the  plants  of  t'lm 
same  seas,  just  as  soils  and  mud  are  now  colored  from  the  same  cause ;  and  when  these  carbo- 
naceous matters  are  allied  to  petroleum  or  bitumen,  the  rock  has  a  fetid  or  bituminous  odor  when 
struck  with  a  hammer.  The  fact  that  the  dark  colors  mentioned  are  due  to  carbonaceous  sub- 
stances and  not  to  metalhc  oxyds  is  proved  by  the  rock<  aftbrding,  when  burnt,  ir/dc  (luieklime. 
The  black  marbles  thus  colored  are  named  Anthraconctt  (from  dvt)t).K^  coal)  by  v.  '}Ao\\  (Epiiemer., 
ii.  305,  1806),  Lucullaii  by  John  (Ch.  Unters.,  219),  and  Lucidlite  by  Jameson  (Min.,  ii.  180, 
1816);  they  include  the  Marmor  Luculltum  Plin.  (xxxvi.  6).  The  Xero  Antico  of  the  Italians 
belongs  here.  The  bituminous  or  fttid  limestones  are  also  called  antliraconite  when  black  ;  and 
also,  from  the  odor.  Swintaiom  (,syn.  Stiuk&tone;  Stinlisiein,  Sausiein,  Stinkkalk,  Germ.),  some  being 
light  gray  in  color. 

Dolomite,  or  carbonate  of  lime  and  magnesia,  often  constitutes  the  veins  and  shells  of  a  compact 
hmestone,  as  shown  by  Hunt;  and  the  magnesia  found  by  analysts  in  such  rocks  may  be  gen- 
erally present  as  a  mixture  of  dolomite  with  calcite,  rather  than  as  a  chemical  substitution  of 
magnesia  for  lime.    (See  under  Dolomite.) 

Sand,  chlorite,  and  other  minerals  are  sometimes  taken  up  mechanically  by  crystallizing  calcite. 

Mica,  talc,  clilorite,  serpentine  are  often  disseminated  in  crystalline  hmestones,  having  been 
formed  in  them  at  the  time  of  their  crystallization,  and  are  among  the  materials  which  produce 
the  cloudings  or  variegated  colors  of  such  hmestones. 

The  varieties  that  huve  been  named  are  as  follows : 

A.  Well  crystallized. 

1.  Ordinary.  C rystals  and  crystallized  masses  afford  easily  cleavage  rhombohedrons;  and  when 
transparent  they  are  what  is  called  Iceland  Sjjar,  and  also  Doubly- refracting  Spar  (Doppel-spath 
Germ.). 

The  crystals  vary  in  proportions  from  broad  tabular  to  moderately  slender  acicuiar,  and  take  a 
great  diversity  of  forms.  But  the  extreme  kinds  so  pass  mto  one  another  through  those  that 
are  intermediate  that  no  satisfactory  classification  is  possible.  Many  are  ftout  or  short  in  shape 
because  normally  so.  But  other  forms  that  are  long  tapering  in  their  full  development  occur  short 
and  stout  because  abbreviated  by  an  abrupt  termination  in  a  broad  o.  or  an  obtuse  rhombohe- 
dron(as-^  or  E),  or  a  low  scalenohedron  (as  or  a  combination  of  these  forms  ;  and  thus  tho 
crystals  having  essentially  the  same  combinations  of  planes  vary  greatly  in  sliape.  The  foUow- 
ing  groups  may  answer  some  purpose  in  the  arrangement  of  the  crystals  in  a  cabinet.  They 
are  here  characterized  by  stating  the  form  or  forms  that  are  dominant,  or  most  largely  developed; 
and  the  term  ahbnviattd  is  used  as  above  explained.  Intermediate  forms  may  be  assigned  to  the 
group  with  which  they  have  the  most  in  common.  (6)  o  group,  or  flat  tabular  (f  55;!a)  ;  the 
edges  of  the  tables  may  be  made  of  prismatic  planes,  or  of  rhombohedral,  etc.  [c)  Low  rhom- 
bohedral  or  nail-head,  -^B,  -^R,  etc.  {d)  R  group,  the  fundamental  rliombohedron  dominant 
(f  550).  (e)  ^i?,  or  cuboid  group.  (/)  2R  group,  {g)  2B  abbreviated.  (/()  iB  group,  (i)  4.B 
abbreviated,  {j)  Long  rhombohedron  group,  including  the  longer  rhombohedrons,  of  which  11, 
13,  -14.  are  rather  common  (f.  551).  [k)  Long  rhombohedrou  abbreviated,  producing  some- 
times forms  that  look  much  like  3-  or  6-sided  prisms  (f.  55:iD).  (/)  Low  scalenohedron  group, 
as  i^,  j;-,  etc.  {ni)  Ordinary  scalenohedron  or  dog-tooth  group,  that  of  P,  one  of  the  most  com- 
mon of  forms  (f.  552a,  555-559).  (/^)  Same  abbreviated  (f.  561,  56'>).  [a)  Long  scalenohedron 
group,  or  that  of  1\  etc.  (|3)  Same  abbreviated,  (q)  Prism-scalen jhedron  group,  the  scalenohe- 
dral  planes  being  combined  with  an  oblong  prism  i  (f.  554).  (?•)  Prismatic  group,  the  prism  i  being 
elongated  and  dominant ;  and  variously  terminated. 

Preunnerde  Esmark,  from  amygdaloid  in  Faroe,  is  calcite  in  cuboid  crystals  and  massive,  smalt- 
bhie  to  violet  in  color,  brownish-yellow  by  transmitted  light,  subtransparent  to  translucent,  and 
chalcedonic  in  aspect. 

•>.  Tirin-crijstals.    Groups  a~f  corresponding  to  the  different  kinds  described  on  p.  6To. 

3.  Cry^fa  s  irith  internal  inqMirities,  etc.  (a)  Having  interior  planes  or  other  evidence  of  changes 
in  the  progress  of  their  formation  (f.  575,  576,  579).  \b)  Contaiuiug  impurities  symmetrically 
arranged. 

4.  Siriral  or  curved  aggregations  of  crystals.  (a)  Spirally  arranged  crystals.  (&)  Bent  or 
curved  crystallizations. 

5.  Pseudoimrjjhoii.s  calcite.  Katrocalcite  includes  pseudomorphs  of  calcite  after  celestite  from 
Sangerhausen,  named  under  the  mistaken  idea  that  the  material  contained  soda. 

6.  Be'i chile  (Breith..  B.  H.  Ztg.,  xxiv.  311)  is  a  pure  calcite  from  Alston-Moor  in  Cumberland, 
white  in  color,  loith  an  angle  of  105'  20',  according  to  Breithaupt's  measurements,  and  G.  =  2-666— 
2'6(  7. 
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B.  Varitties,  crystallized  as  well  as  uncrystallized,  hased  on  the  presence  of  o'her  carbonates,  and  of 

different  inqmrities. 

7.  Dolomific  calcite.  Containing  carbonate  of  niaj^nesia  and  iime.  or  dolomite — a  fact  ascertain* 
able  only  by  chemical  methods,  unless  the  amount  of  mi»g-uesia  be  considerable,  when  it  is  apparent 
in  ci-ystals  in  the  angle  R  /\  R. 

8.  Ferrocalcite.    Containing  carbonate  of  iron,  and  turning  brown  on  exposure. 

9.  Manganocalcite.  Containing  carbonate  of  manganese,  and  becoming  brovi^nish-black  on 
exposure. 

10.  Plumbocalcite  Johnstou  (Ed.  Phil.  J.,  vi.  79,  1829),  white  to  yellowish  and  reddish-brown, 
and  having  RaR=\Oo"  of,  Breith. ;  105°  5',  Dufr.;  105',  Kenng.  G.  =  2-772,  v.  Hauer;  2-74d 
—  2"7-48,  Descl.    Contains  some  carbonate  of  lead. 

11.  Neotype  Breith.  (Handb.,  Bl3,  1841).  Grayish -white,  and  occurring  in  rhombohedrous  2i?; 
R;.R—\()b'  3,  Breith.  G.  =  2-819  — 2'840.  Contains  some  carbonate  of  barytes.  From  Cum- 
berland, England. 

12.  Spartaite 'BvQitYi.  (B.  H.  Ztg.,  xvii.  53,  1858).  White,  grayish-white,  becoming  brownish- 
black  on  exposure;  i?  A  7^=104°  574',  Breith.;  G.  =  2-808  — 2-818.  Occurs  with  franklinite  and 
zincite  at  Sparta,  Sterling  Hill.  Hamburg,  N.  J.,  and  contains  some  carbonate  of  manganese.  Shep- 
ard  proposed  the  name  calcimangite  for  the  mineral  from  Sterling  (anal.  6). 

IH.  Strontianocaicite  Gcnth  {Froc.  Ac.  Sci.  Philad.,  vi.  114,  1852);  in  opaque  white  cryvStals, 
.occurring  in  globules  which  have  a  surface  consisting  of  the  terminations  of  acute  rhombohedrous, 
and  II. =3  5.  Contains  some  strontia,  and  hence  gives  a  decided  red  flame  before  the  blow- 
pipe. 

14.  FontaineUeau  limestone  (Lassonne,  Mem.  Ac.  Paris,  1775,  Chaux  carbonatee  quartzifere  H., 
1801) ;  crystals  of  the  form  in  fig.  550c,  from  Fontainebleau  and  Nemours,  France,  which  contain  a 
large  amount  of  sand,  some  50  to  63  p.  c.  according  to  Delesse,  with  G.  — 2-53  — 2-84,  the  latter 
Irora  one  containing  .57  p.  c.  of  sand. 

15.  Hislopite  Haughton  (Phil.  Mag.,  IV.  xvii.  16,  1859)  is  a  grass-green  cleavable  calcite  from 
Central  India,  containing  about  14  p.  c.  of  a  siliceous  material  like  glauconite  (q.  v.),  to  which  the 
color  is  owing. 

C.  Varieties  based  on  fibrous  or  lamellar  structure. 

16.  Satin  Spar;  fine  fibrous,  with  a  silky  lustre.  Resembles  fibrous  gypsum,  which  is  also 
called  satin  spar,  but  is  much  harder  and  efiervesces  with  acids. 

17.  Argentine  X.\x\xo,n  {JSim.,  i.  104,  1794;  ScJiieferspath  B.o^m^\xn,  Bergm.  J.,  188,  1789;  Slate 
bpar).  A  pearly  lamellar  calcite,  the  lameUjB  more  or  less  undulating ;  color  white,  grayish,  yel- 
lowish, or  reddish. 

18.  Ajjhrite,  in  its  harder  and  more  sparry  variety  {Schaumspath  Freiesleben),  is  a  foliated  white 
pearly  calcite,  near  argentine ;  in  its  softer  kinds  {Schaumerde  W.,  Silvery  Chalk  Kirwan,  Ecume 
de  Terre  H.)  it  approaches  chalk,  though  lighter,  pearly  in  lustre,  silvery-white  or  yellowish  in 
color,  soft  and  greasy  to  the  touch,  and  more  or  less  scaly  in  structure. 

D.  Gi'anular  massive  to  cryptocj^ystalline ;  Limestone,  Marble,  Chalk. 

19.  Granular  limestone  {Saccharoidal  limestone,  so  named  because  like  loaf  sugar  in  fracture). 
The  texture  varies  from  quite  coarse  to  very  fine  granular,  and  the  latter  passes  by  imperceptible 
shades  into  compact  limestone.  The  colors  are  various,  as  white,  yellow,  reddish,  green,  and 
usually  they  are  ciouded  and  give  a  handsome  effect  when  the  material  is  polished.  When  such 
limestones  are  fit  for  polishing,  or  for  architectural  or  ornamental  use,  they  are  called  marbles. 
(a)  Statuary  marble  is  pure  white,  fine  grained,  and  firm  in  texture.  The  Parian  marble  from  the 
island  of  Pares  (the  Lychnites  of  the  ancients),  Pentelican  from  the  quarries  near  Athens,  Luni 
marbles  of  tlie  coast  of  Tuscany,  and  the  Carrara,  of  Modena,  Italy,  are  among  the  best  of  statu- 
ary marbles.  Architectural  marble  includes  both  white  and  colored.  (&)  The  Cipolin  of  Italy  is 
white,  with  pale  greenish  shadings  from  green  talc;  it  does  not  stand  the  weather  well,  (c)  Giallo 
antico  of  Italy  is  ochre-yellow  to  cream-yellow,  with  some  wiiitish  spots,  [d)  The  Sienna,  or 
Brocatello  de  Sienna,  is  yellow,  veined  or  clouded  with  bluish-red.  having  sometimes  a  tinge  of  pur- 
ple, (e)  The  JIandelafo  is  a  light  red  with  yellowish-white  spots.  A  red  kind  from  Tiree  in  Scot- 
land has  different  shades  of  red,  as  rose-red,  flesh-red,  reddish-white ;  one  from  Tennessee  is 
clouded  with  brownish-  and  purplish-red.  (/)  The  Bardiglio  is  gray  with  crowded  dark  well-defined 
cloudings,  consisting  partly  of  serpentine,  from  Corsica,  ig)  Tu7'quoi^-hlue  marble,  from  the  quar- 
ries of  Seravezza  near  Carrara,  has  a  fine  grayish-blue  color,  veined  with  white,  (h)  Verd-AutiqvA 
is  clouded  green,  the  color,  owing  to  the  presence  of  serpentine  (see  p.  465),  yellowish-green  tc 
bluish-green. 

20.  Hard  compact  limestone.  Varies  from  nearly  pure  white,  through  grayish,  drab,  buf^ 
yellowish,  and  reddish  shades,  to  bluish-gray,  dark  bro wish-gray,  and  black,  and  sometimes 
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variously  veined.  The  colors  dull,  excepting  ochre-yellow  and  ochre-red  varieties.  Many  kinds 
make  beautiful  marble  when  polished. 

(a)  Black,  [h)  yelloiu.  (c)  red,  and  [d)  fetid  kinds  have  been  mentioned  (pp.  676,  677). 

The  Portor  (d  ,  called  sometimes  Egyptian  -marble,  is  of  black  color,  handsomely  veined  with 
yellow  dolomite,  and  comes  from  Porto- V'cn'  re.  near  Spezia;  the  rock  is  of  the  lower  Lias,  (e) 
Faitno-di-Morte  (Death's  Kobe)  of  Italy  is  biaek,  with  some  white  fossil  shells.  (/)  Marble  of 
Languedoc  is  fine  deep  red  or  brownish-red,  with  some  white  and  gray  due  to  fossils,  and  is  from 
St.  Beaume  in  France,  [(j)  Griotte.  from  the  Dept.  of  Herault,  France,  has  a  reddish-brown  base, 
with  somewhat  regularly  arranged  spots  of  clear  red,  and  some  whitish  round  spots  due  to  gonia 
tites  (A)  Sareno'lin  marble,  from  the  Pyrenees,  is  deep  red  mixed  with  gray  and  yellow,  [ij 
Bird's-eye  marble  is  gray,  with  whitish  crystalline  points,  and  is  from  central  Xew  York  . 

(/v)  Shei'l-nuirh'e  includes  kinds  consisting  largely  of  fossil  shehs;  (/)  Ma'drtporic  marMe.  those 
containing  corals  ;  [m)  Encrinal,  those  containing  encrinal  (crinoidal)  remains,  {n)  L  i  '-iirhril''  is  a 
dark  brown  shell-marble,  with  brilliant  fire-like  or  chatoyant  internal  reflections  proeeeeUug  from 
the  shells,  and  from  Bleiberg  in  Carinthia;  and  another  kind,  with  the  shells  yellow,  comes  from 
Astrachan. 

(o)  linia-marlle  is  a  kind  of  compact  calcareous  marl,  showing,  when  polished,  pictures  of 
fortifications,  temples,  etc.,  in  ruins,  due  to  infiltration  of  oxyd  of  iron :  from  Florence,  Italy. 

{p)  LWiograpliic  stone  is  a  very  even-grained  compact  limestone,  usuaUy  of  buff  or  drab  color;  ' 
as  that  of  Solenhofen. 

(5)  Breccia  raarhle  is  made  of  fragments  of  limestone  cemented  together,  and  is  often  very 
beautiful  when  the  fragments  are  of  different  colors,  or  are  imbedded  in  a  base  that  contrasts 
well.    The  colors  are  very  various. 

(r)  Fudding-stone  marble  consists  of  pebbles  or  rounded  stones  cemented.  It  is  often  called 
improperly  breccia  marble. 

(5)  Hydraulic  limestone  is  an  impure  limestone.  The  French  varieties  contain  2  or  3  p.  c.  of 
magnesia,  and  10  to  20  of  silica  and  alumina  (or  clay).  The  varieties  in  the  United  States  contain 
20  to  40  p.  c.  of  magnesia,  and  12  to  30  p.  c.  of  silica  and  alumina.  A  variety  worked  extensively 
at  Rondout,  N".  Y.,  afforded  Professor  Beck  (Min.  K  Y.,  78)  Carbonic  acid  3  4-j;0,  lime  25-50, 
magnesia  12'35,  sihca  15-37,  alumina  9' 13,  sesquioxydof  iron  2-25.  Oxyd  of  iron  is  rather  ^jrejudicial 
to  it  than  otherwise.  Yicat  observes  that  in  the  best  French  there  are  20  to  30  p.  c.  of  clay,  and 
in  that  only  moderately  good  10  to  12  p.  c.  An  impure  limestone  of  France,  which  needs  no  sand 
for  making  the  cement,  it  containing  calcite  54  p.  c.,  clay  31,  oxyd  of  iron  1 5  =  100,  is  called  plaster- 
cement  (Dufr.  Min.,  ii.  j. 

21.  soft  compact  limestone,  {a)  Chalk  is  white,  grayish-white,  or  yellowish,  and  soft  enough  to 
leave  a  trace  on  a  board.  The  consolidation  into  a  rock  of  such  softness  may  be  owing  to  the 
fact  that  tlie  material  is  largely  the  hollow  shells  of  rhizopods. 

The  creta  of  the  Romans  (usually  translated  chalk)  was  mostly  a  white  clay,  true  chalk  being 
little  known  to  the  ancients.  The  kind  described  by  PHny  as  the  most  inferior  kind  of  cretaceous 
earth,  and  as  used  for  marking  the  feet  of  slaves,  was  probably  true  chalk. 

(b)  Calcareous  marl  (Mergelkalk  Germ.)  is  a  soft  earthy  deposit,  often  hardly  at  all  consolidated, 
with  or  without  distinct  fragments  of  shells  ;  it  generaUy  contains  much  clay,  and  graduates  into 
a  calcareous  clay. 

22.  Concretionary  massive,  (a)  Oolite  (Rogenstein  Germ.)  is  a  granular  limestone,  but  its  grains 
are  minute  rounded  concretions,  looking  somewhat  like  the  roe  of  fish,  the  name  coming  from 
\o>;  egg.  It  occurs  among  all  the  geological  formations,  from  the  Lower  Silurian  to  the  most 
recent,  and  it  is  now  forming  about  the  coral  reefs  of  Florida,  {b)  Pisolite  (Erbsenstein  W.)  con- 
sists of  concretions  as  large  often  as  a  small  pea,  or  even  larger,  the  concretions  having  usually  a 
distinct  concentric  structure.  It  is  formed  in  large  masses  in  the  vicinity  of  the  Hot  Springs  at 
Carlsbad  in  Bohemia. 

23.  D'^posittd  from  calcareous  springs,  streams,  or  in  caverns.,  etc. 

[a)  Stalactites  are  the  calcareous  cylinders  or  cones  that  hang  from  the  roofs  of  limestone 
caverns,  and  which  are  formed  from  the  waters  that  drip  through  the  roof;  these  waters  hold 
some  bicarbonate  of  lime  in  solution,  ajid  leave  carbonate  of  lime  to  form  the  stalactite  when 
evaporation  takes  place.  Stalactites  vary  from  transparent  to  nearly  opaque ;  from  a  granular 
crystalline  structure  to  a  radiating  fibrous ;  from  a  white  color  and  colorless  to  yellovrish-gray 
and  brown. 

(6)  SUilo'imite  is  the  same  material  covering  the  floors  of  caverns,  it  being  made  from  the 
waters  that  drop  from  the  roofs,  or  from  sources  over  the  bottom  or  sidles;  cones  of  it  sometimes 
rise  fro.u  the  tloor  to  meet  the  stalactites  above.  It  consists  of  layers  ;  but  tliese  are  very  irreg- 
ularly curved,  or  bent,  owing  to  the  knobs  and  conelets  that  are  made  over  the  floor;  and 
polished  specimens  generally  owe  much  of  their  beauty  to  the  agate-like  or  onyx-like  bantlings. 

Stalagmite  is  the  Alabasirites  (alabaster-stone)  in  part  (if  not  wholh')  of  Theophrashis.  i  liny, 
and  other  ancient  writers ;  that  is,  the  stone  of  which  ointment  vases,  of  a  certain  form  caUud 
alaba^otrb.  v>^ere  made.    (See  Gtpsd3I,  p  64  '.)    A  locality  near  Ihebes,  now  Av^ell  Icnowu,  was 
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largely  explored  by  the  ancients,  and  the  material  has  often  been  hence  called  Egyptian  alabaster 
It  was  also  formerly  called  onyx  and  onycliiits ;  Horace,  in  the  3d  book  of  his  Odes,  speaks  of  au 
ointment  vase  of  onyx.  Pliny  mentions  columns  of  '"onyx."  or  alabastrites,"  that  -were  32  ft 
in  height,  and  mentions  Damascus  as  affording  a  kind  whiter  than  that  of  Thebes.  In  the  arts 
it  is  often  now  caMed  Oritntal  Alabaster;  and  sometimes  also  Gibraltar-stone,  from  the  occurrence 
of  the  material  in  a  cavern  at  Gibraltar. 

(c)  Calc-sinter,  Travertine^  Gate  Tufa.  Travertine  (Con/eto  di  Ta'o^z)  is  of  essentially  the  same 
origin  -^\nth  stalagmite,  but  is  distinctively  a  deposit  from  springs  or  rivers,  especially  where  in 
large  deposits,  as  along  the  river  Anio,  at  TivoU,  near  Rome,  where  the  deposit  is  scores  of  feet 
in  thickness.  It  has  a  very  cavernous  and  irregularly  banded  structure,  owing  to  its  mode  of 
formation.  It  is  the  La^pis  Tiburtinus  of  Yitruvius,  ii.  c.  7,  and  Phny,  xxxvi.  48,  etc.  ;  the  word 
tracertine  being  a  corruption  of  tiburtine.  It  includes  also,  especially  under  the  name  of  calc  tufa, 
ceUular  depositions  from  the  waters  of  small  springs  or  sources,  which  often  contain  fossil  leaves, 
twigs,  moss,  nuts  or  seed,  etc.  The  Osteocollus  (Beinwelle,  Beinbruch)  Gesner  (p.  31,  1565),  "qui 
ossa  fracta  intra  corpus  sumptus,"  as  was  thought  at  the  time  {osteocolla  of  later  authors),  is,  as 
long  since  shown,  a  cellular  calc  tufa,  consisting  of  incrustings  of  fragments  of  reeds  or  other 
marsh  plants.    It  means  bone-glue.    Taolite,  Gallitzin,  is  also  calc-sinter. 

{d)  Agaric  mineral;  Rock-milk  {Bergmilch,  MontmilcJt,  Germ.)  is  a  very  soft,  white  material, 
breaking  easily  in  the  fingers,  deposited  sometimes  in  caverns,  or  about  sources  holding  hme  in 
solution. 

(e)  Rock-raeal  (Berg-rnthl  Germ.,  Farina  fossilis  Bruckm.,  etc.)  is  white  and  light,  Uke  cotton, 
becoming  a  powder  on  the  slightest  pressure.  It  is  an  efflorescence,  and  is  common  near  Paris, 
especially  at  the  quarries  of  Nanterre. 

Analyses:  1,  2,  btromeyer  (Gilb.  Ann.,  xlv.  225,  Unters.,  52);  3,  Schnabel  (Ramm.  8d  Snppl., 
62);  4,  Ahrend  (Ilausm.  Min.,  l;-)24);  o,  Stromeyer  (L  c);  6,  Jenzsch  (Pogg.,  xcvi.  147);  7, 
Richter  (Ramm.  Min.  Ch.,  209);  8,  Tyler  (Am.  J.  Sci.,  II.  xxxix.  174);  9,  Gibbs  (Ramm.  3d. 
Suppl.,  62);  10,  11.  Monheim  (ib.) ;  12,  T.  S.  Hunt  (this  Min..  1854,  438) ;  13,  Johnston  (Edinb. 
N.  J.  Sci.,  vi.  79) ;  14,  Delesse  (Rev.  Sci.  et  Ind.,  xii.  118);  15,  v.  Hauer  (Ber.  Ak.  Wien,  xiL  7ul) ; 
16,  Kieppel  (J.  pr.  Ch ,  Ivii.  324): 


1.  Iceland,  trp. 

2.  Andreasberg 

8.  Brilou,  Westphalia 
4.  Hollengrunde,  gnli. 
6.  Schwarzenberg,  Schieffersp. 

6.  Sparta,  SpartaHe 

7.  " 

8.  Stirhng.  K  J.,  "    G  =2-815 

9.  Zinc  m.  of  Olkuck 
10.         "  Altenberg 


c 

Fe 

Mn 

2n 

43-70 

0-15 

43-56 

0  36 

43-52 

43-92 

2-19 

0-50 

41-66 

2-70 

40-77 

0-38 

6-83 

0-38 

44-04 

7 

•13 

42-01 

13-79 

43-81 

0-51 

4-07 

43-i8 

5-78 

1-06 

4:3 -1)5 

5-11 

0-42 

0-65 

Mg  Ca 

  56-15  =  100  Strom. 

  55-98,  H  0  10  =  100  Strom. 

0-13  55-o0,  H  1-07  =  100-02  S. 
0  18  53-79=100-58  Ahrend. 
  55-0t)  =  99-3f)  Strom. 

0-  92  48-75,  H  0-32  =  98-;35  J. 

1-  21  47-92  =  l()()-oO  Richter. 

  43-65=9^45  Tyler. 

0-85  50-76=100  Gibbs. 

  50-10  =  100-22  Monheim. 

  50-26,  Si  0-18=99-67  M. 


Ca  C  Fe  C  Mg  0  tb  C 

^2.  l^OQ  1,  Ff^rocalciie  93-90    4-64  1-59   =100-13  Hunt.    G.  =  2-715. 

i:i  W anlockhead,  Pto&oca/c.  [92  2]      7-8  =  100  Johnston. 

14.  Leadhills,  "  97-61  2-84=99-95  Delesse. 

15.  "  "  92-43    7-74=100-17  Hauer.  G.  =  2-772. 

16.  Carrara  Marble  98*765           0-900   ,  Si  0  006,  Fe.  Mn,  Xl  0-083,  sand  0-156, 

F  and  loss  0-090  =  100  K^ppeL 

KairocalcUe  afforded  Marchand  (J.  pr.  Ch.,  xlvi.  95)  Ca  C  94-37,  ^1,  Pe  1-15,  Ca  S  2-02,  H  1-34, 
gangue  1-10=99-98.  Iodine  has  been  found  in  certain  fossiliferous  hmestones,  as  at  Gouzon.  by 
Lembert  (J.  d.  Pharm.,  III.  xix.  240). 

Pyr.,  etc. — In  the  closed  tube  sometime?  decrepitates,  and,  if  containing  metallic  oxyds,  may 
change  its  color.  B.B.  infusible,  but  becomes  caustic,  glows,  and  colors  the  flame  red ;  after 
ignition  the  assay  reacts  alkaline ;  moistened  with  muriatic  acid  imparts  the  characteristic  lime 
color  to  the  flame.  In  borax  dissolves  with  effervescence,  and  if  saturated  yields  on  cooling  an 
opaque,  milk-white,  crj'staUine  bead.  Varieties  contaiuing  metallic  oxyds  color  the  borax  and  salt 
of  phosphorus  beads  accordingly.  With  soda  on  platinum  foil  fuses  to  a  clear  mass  ;  on  charcoal 
it  at  first  fuses,  but  later  the  soda  is  absorbed  by  the  coal,  leaving  an  infusijle  and  strongly 
luminous  residue  of  lime.  In  the  solid  mass  effervesces  when  moistened  with  muriatic  acid,  and 
fragments  dissolve  with  brisk  eftervescence  even  in  cold  acid. 

Obs. — Andreasberg  in  the  Harz  is  one  of  the  best  European  locahties  of  crystallized  calcite ; 
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there  are  other  locahties  m  the  Tyrol,  Styria,  Carinthia,  Hungary,  Saxony,  Ilesse  Darmstadt  (at 
Aiierbach),  Ilesse  Cassel,  Norway,  France,  and  in  England  in  Derbyshire,  Cumberland,  Cornwall, 
Scotland  ;  in  Iceland.  In  Iceland  a  single  rhombohedron  {R)  over  6  3'ds.  long  and  3  high  has  been 
observed. 

In  the  U.  State?,  in  X.  York,  in  St.  Lawrence  and  .TefTer^on  Cos..  especially  at  the  Rossie  lead  mine ; 
crystals  higlily  modihed  (f.  560,  oHl).  and  olten  transparent  even  wlic-n  large  ;  one  nearly  trans- 
parent, in  llie  cabinet  of  Yale  College,  weighing  105  pounds  ;  often  covered  in  part  l)y  crystals 
of  galenite;  at  the  Xatural  Dam,  2  m.  from  Grouverneur,  in  the  same  viciuity,  go:;d  er  ^  sinl^  :  also  at 
the  Wilson  vein  in  Gouverneur.  and  the  Jt'pson  vein  in  Rossie;  at  the  Parish  ore  lied  in  (..>uver- 
neur,  tine  geodes,  in  specular  iron ;  in  Jefferson  Co.,  near  Oxbow,  on  the  land  of  Ylv.  iJeuion,  from 
a  decomposing  limestone,  large  crystals  sometimes  as  clear  as  Iceland  spar ;  rose  and  purple 
varieties  very  beautiful;  some  large  crystals  of  a  hundred  lbs.  and  upward;  4.  m.  S.  of  Oxbow, 
in  Antwerp,  a  vein  of  calcite  and  lead,  which  atFords  beautiful  cleavage  masses  of  white,  purple, 
and  brownish  shades  ;  also  interesting  crj-stals  ;  in  Essex  Co.,  town  of  Moriah,  on  Mill  Brook,  near 
Port  Kenry,  crystals  of  calcite  in  white  limestone  ;  dog-tooth  spar  (f.  552a,  1^  and  also  I^.  -2),  in 
Niagara  Co.,  near  Lockport,  with  pearl  spar,  celestite,  sel"nite,  and  anhydrite;  in  Onondaga  Co., 
near  Camillus,  along  the  railroad;  good  crystals  in  Herkimer  Co.,  1  m.  S.  of  Little  Falls,  in  the 
bed  of  a  small  stream ;  in  Lewis  Co.,  at  Leyden  and  Lowville,  and  at  the  Martinsburg  lead  mhie; 
on  the  western  bank  of  Dry  Sugar  River,  near  Boonville,  Oneida  Co.  (f.  552c) ;  at  Anthouy'd 
Nose  on  the  Hudson,  formerly  groups  of  large  tabular  crystals  (f.  55;-)A);  at  Watertown,  Agar.c 
mineral,  covering  the  sides  of  a  cave;  at  Schoharie,  fine  stalactites  in  many  caverns,  of  which 
Ball's  cave  is  the  most  famous;  at  Camillus  and  Schoharie  (near  the  barite  locality).  in 
considerable  abundance,  and  at  De  Long's  Mill,  St  Lawrence  Co.,  of  a  fine  satin  lustre.  In  Maine, 
at  Thomaston,  lenticular  and  prismatic  crystals,  common.  In  Ilarrtp.,  at  the  iron  mines,  Fran- 
conia,  anjentine.  In  Mass.,  at  Wilhamsburg  and  Southampton,  argtrdine.  In  Coan.,  at  the  lead 
mine,  Middletown,  in  crystals  (/-2,  -h,  I,  short  or  long,  and  1^,  R).  In  N.  Jersey,  at  Bergen,  fine 
crystallizations  of  yellow  calcite,  with  datolite,  etc.,  in  trap  (f  552b)  ;  at  Franklin,  a  pink  variety, 
and  good  cleavage  specimens.  In  Penn.,  in  York  Co.,  Iceland  spar.  In  Virgima,  at  the  celebrated 
Wier's  cave,  stalactites  of  great  beauty;  also  in  the  large  caves  of  Kentucky.  At  the  Lake  Supe- 
rior copper  mines,  splendid  crystals  often  containing  scales  of  native  copper. 

At  Warsaw,  lUinois,  in  great  variety  of  form,  lining  geodes  and  implanted  on  quartz  crystals ; 
at  Quhicy,  111. 

In  Nova  Scotia,  at  Partridge  I.,  a  wine-colored  calcite,  and  other  interesting  varieties. 

Corals,  of  which  large  reefs  are  formed  in  tropical  regions,  consist  mainl}^  of  carbonate  of  lime. 
B.  SiUiman,  Jr.,  obtained  for  a  recent  species  of  Madrepora  (Dana's  Report  on  Zoophytes,  and 
also  Am.  J.  Sci.,  II.  i.  189)  Carbonate  of  lime  94-807,  phosphates,  fluorids,  etc.,  0-745,  organic  mat- 
ter 4--4-i8.  And  the  deposit  of  phosphates  and  fluorids  afibrded  the  percentage — .Si  12-.),  Ca  7*5, 
Mg  4-2,  Mg  F  26-62,  Ca  F  26-34,  Mg  P  8-0i),  ^1  and  Fe  14-84.    Other  analyses  gave  similar  results. 

The  material  of  the  common  marbles  is  either  granular  or  compact  limestone.  Those  rocks 
when  burnt  form  quicklime.* 

Alt. — Calcite  occurs  under  the  forms  of  dolomite,  calamine,  spathic  iron,  malachite,  azurite, 
gypsum,  smithsonite,  barite.  fluorite,  limonite,  gothite,  red  iron  ore,  minium,  meerschaum,  clilo- 
rite,  quartz,  chalcedony,  garnet,  feldspar,  mica,  pyrolusite,  hausmannite,  manganite,  marcasite, 
galenite,  blende,  native  copper.  The  change  to  dolomite,  as  Biscliof  explains,  may  take  plaw 
through  bicarbonate  of  magnesia  in  solution ;  lo  spatluc  n-o/i  (Fe  C)  through  sulphate  of  iron  in 
solution,  forming  sulphate  of  lime  and  carbonate  of  iron ;  or  by  carbonated  wat  rs  coniaining 
bicarbonate  of  iron,  which  slowly  dissolve  calcite.  while  the  carbonate  of  iron  takes  its  place, 
formhig  a  pseudomorph  by  substitution ;  to  5//aYA.vo/r^7e  (2uC)  through  sulphate  of  zinc  in  solu- 
tion; to  calamine  (2n^Si+U  H)  probably  by  a  change  first  to  ZnC  and  then  to  the  sihcate, 
through  alkaline  silicates  in  solution;  to  ^/ux/ac// (Ye  through  a  solution  of  sulphate  of  copper,  which 
forms  carbonate  of  copper  and  sulphate  of  lime;  to  'jypiuiii  or  aal,  i/Jnte  through  the  action  of 
sulphuric  acid,  which  acid  is  produced  by  the  oxydation  of  sulpluiretted  hydrogen  or  otherwise, 
thus  forming  sulphate  of  lime;  to  quartz  by  waters  containing  alkaline  siiieates,  whieh  allordfree 
silica;  to  jinonie.  liinoiiite,  and  other  species,  l)y  the  removal  of  the  < 'a  i)y  waters  which  hold 
carbonic  acid  or  alkaline  silicates,  and  at  the  same  time  contain  the  ingredients  forming  tlje  re}jlacing 
mineral.    Lmionitt  or  red  iron  ore  might  result  from  the  decomposition  of  pyrite  in  the  v.einity. 

Hollow  scalenoliedrons  from  the  province  of  Arnsberg  were  found  by  X  -ggerath  (Verb.  nat. 
Ver.  Bonn,  18G3,  137)  to  consist  of  an  exterior  coating  of  azurite,  and  an  interior  layer  of  malachite. 

716.  DOLOMITE.    Pierres  calcaires  tres-peu  effervescentes  avecles  acides  D.  Do'omieu,  J.  de 
Phys.,  xxxix.  1,  1791.    Dolomie  Saussure,  Yoy.  Alpes.  §  1929,  1796.    Dolomite  Kirwan.  Min., 


*  For  various  analyses  of  limestones,  see  Rammelsberg's  Handw.  der  Min.,  and  Supplements, 
Elenngott's  Uebers.  for  1844-1862  ;  the  Jahresbericht  of  BerzcHus,  and  its  continuation. 
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i.  m,  1794.  Bitterspatli,  RliomLoidalspath,  Kohleasauerter  Kalkerde.  Bittcrsalzerde  (with 
anal.),  Klapr.,  Schrift.  Nat.  Fr.  Berl,  v.  51,  1784,  Beitr.,  i.  300,  1795;  also  Beitr.,  iii.  297,  iv. 
204,  23G,  V.  103,  vi.  3-23.  Spath  magnesien  Delameth.,  Sciagr.,  i.  2(;7.  1792.  Miemit  Klap/., 
Beitr.,  iii.  292,  1802  (discov.  at  Miemo  by  D,  Thomson  in  I7yl,  and  sent  by  him  to  Kl.  labelled 
Magnesian  spar).  Rautenspath  pt.  Wern.,  1800.  Ludwig's  Werner,  i.  51,  154,  1803.  Cliaux 
carbonate  magnesifere  pt.,  C.  c.  alnminilere  (fr.  San^sure's  anal.),  K,  Tr.,  1801.  Bitterkaik  pt. 
Bausm.,  Handb.,  960,  1813;  Perlspath  pt.,  Rauhkalk,  Kalktalk spath,  Germ.  Pearl  Spar  pt., 
Brown  Spar  pt.,  Rhomb  Spar  pt.,  Magnesian  Limestone.   Spath  perle  Fr. 

Conites.  Flintkalk,  Beiziiis,  ^lin.,  17'j5.  Couite  Schumacher^  VerzeicLniss,  etc.,  20,  1801. 
Konit  Germ.  Gurhofian  Kurd.,  Mag.  Nat.  Fr.  Berl.,  i.  4,  257,  1807,  and  Tabell.,  50,  1808. 
Tharandit  Freteshhtn,  Geogn.  Arbeit.,  v.  212,  1820.    Brossit  Hirzel,  ZS.  f.  Pharm.,  24,  1850. 

PJiomboliedral.    7^  A  7?=  106°  15',  6>  A  7^=136°  8^^  a=0-8322.  Ob- 
served planes  :  0,  ^-2,  7?,  4,  -2,  -4-,  1',  1'  (^hemiliedral). 
0  A  z'-2=90°,  0  A  4=104°  35',  0  A  2=117°  29',  (9  A  ^ 
^-^n~o      ^     =154°  20',  i  A  i=135°  57',  2  A  2=79°  36'.    7?  A  75 

n  T^^r^^f]     varies  between  106°  10'  and  106°  20'.    An  increase  of 

'A  i?.>^  3 J     100°  C.  diminishes  the  angle  4'.    Cleavage  :  E  pertect. 

^^^^B.     Faces  R  often  cnrved,  and  secondary  planes  nsually 
with  horizontal  striae.    Twins  :  similar  to  f.  572,  page 
673.    Also  in  imitative  shapes  ;  also  amorphous,  grannlar,  coarse  or  line, 
and  grains  often  slightly  coherent. 

H.  =  3-5— 4.  G.=2*8  — 2*9,  true  dolomite.  Lustre  vitreous,  inclining  to 
pearly  in  some  varieties.  Color  white,  reddish,  or  greenish-wliite  ;  also 
rose-red,  green,  brown,  gray,  and  black.  Subtransparent  to  translucent. 
Brittle. 

Comp.,  Var. — Normal  or  true  dolomite  has  the  formnla  Ca  C  +  Mg  C=Carbonate  of  lime  54-85, 
carbonate  of  magnesia  45"65.  Some  kinds  included  under  the  name  have  the  two  carbonates  in 
other  proportions ;  but  tliis  may  arise  from  their  being  mixtures  of  dolomite  with  calcite  or  mag- 
Desite.  Protoxyd  of  iron  replaces  part  of  the  magnesia  in  some  dolomite ;  so  also  protoxyd  of 
manganese ;  and  more  rareJy  oxyd  of  cobalt  or  zinc. 

The  varieties  are  the  following : 

(1)  CrysialUztd    I'tari  spar  includes  rhombohedral  crystallizations  wdth  curved  faces. 
(2j  Columnar  OT  &oxo\is,. 

Mieinite^  from  ^Miemo,  Tuscany,  is  either  in  crystals,  columnar,  or  granular,  and  pale  asparag-us- 
green  in  color. 

(8)  Granular,  or  saccharoid,  constitutes  many  of  the  kinds  of  white  statuf.ry  marble,  and  white 
and  colored  architectural  marbles,  names  of  some  of  which  have  been  mentioned  under  calcite. 

(4)  Compiaci  onassiie,  like  ordinary  hmestone.  Many  of  the  limestone  strata  of  the  globe  are 
here  included,  and  much  hydraulic  limestone,  noticed  under  calcite. 

(5)  Compact  porcellanous,  Gurhofian;  snow-white  and  subtransluccnt,  with  a  conchoidal  frac- 
ture, sometimes  a  little  opal-like;  from  Gurhof,  in  lower  Austria. 

(6)  Ferriferous;  Brown  spar,  in  part.  Contains  carbonate  of  iron,  and  as  the  proportion  increases 
it  graduates  into  ankerite  (q.  v.).  The  color  is  white  to  browm,  and  becomes  brownish  on  expo- 
sure through  the  oxydation  of  the  iron.  A  columnar  kind,  containing  10  p.  c.  of  carbonate  of 
iron,  has  been  called  Brossite  (anal.  19);  G.  =  2  915.  Tharandite,  from  Tharand,  near  Dresden,  is 
crystallized,  and  contains  4  p.  c.  of  Fe. 

*17,)  Manganiferous.  Colorless  to  flesh-red.  R  Ai?=106'  23'  (anal.  20,  by  EtcUng);  lOii'  itV 
(anal  21,  by  Ott). 

(8)  Cohaltiftrous.    Colored  reddish  (anal.  23);  G.  =  2-921,  Gibbs. 

(9)  The  varieties  based  on  variations  in  the  proportions  of  the  carbonates  are  the  following: 
(a)  Xarmal  dolom'de.  ratio  of  Ca  C  to  Mg  C=l  :  i  (anal.  1-24);  (b)  ratio  l  i  :  1  =  3  :  •>  (anal 
25-30);  (c)  ratio =2  :  1  (anal.  31-33),  includes  gurhofian  or  gurhofde;  (d)  ratio  3  :  1  lanal.  34); 
(e)  ratio=5  :  1  (anal.  35);  (/)  ratio  1  :  3  (anal  36,  37),  or  conite.  The  last  (/ )  may  be  dolomitic 
magnesite ;  and  the  others,  from  b  to  e,  dolomitic  calcite,  or  calcite -i- dolomite.  The  manner  in 
which  dolomite  is  often  mixed  with  calcite,  forming  its  veins  and  its  fossil  shells  (see  belowj,  showa 
that  this  is  not  improbable. 


A^'HYDROUS  CARBOXATES. 
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Analyses:  Ratio  1:1.  1,  Suckow  (J.  pr.  Ch.,  viii.  408);  2,  Lavizzari  (Jahrb.  Min.  1845,  :^02, 
184G,  580);  3,  Abicb  (G.  Beob.',  p.  iv.);  4,  J.  Roth  (J.  pr.Xh.,  Iviii.  y2);  5,  VVaitershausen  (Fogg., 
xciv.  11  o);  6,  Hirzel  (ZS.  Pharm.,  l^SO,  24);  1,  Rain.nclsberg-  (2d  Suppl.,  25;;  8,  (iobei  iPogg., 
XX.  536);  9,  Sclieerer  (Pogg.,  Ixv.  28;;);  lu,  Laugier  (Mem.  Mus.  d'Hist.  Nat,  xix.  142 1;  li, 
Ranimeisberg- (Min.  Ch.,  213);  i  2.  Als  )p  (Aha.  xyyc.  X.  i.,  viii.  1  4).  Coidmui mj  <<r,:r  \\  p.  c.  of 
carbonate  of  iron.  13,  MeitzeudoriT  (ii).,  ::13):  14,  Kihn  (Ann.  Oli.  rhar.o.,  lix.  .'WiJ);  i  Ti,  I'd.e 
tier  (Ann.  Cli.  Phys..  xiv.  1D2;;  lii,  i..  S.  Hum  (vliis  'liu.,  is.vi,  44 j);  IT,  (-irinini  iJaai-i).  u 
ReiciiS.,  vi.  9:S);  18,  Fiedier  (ib.l;  19,  Roth  (.].  pr.  Ch.,  iviii.  82);  2e,  lilrzei  (i.  c.  i.  Cuuiricuc^j 
Dianyanese,  zinc,  or  cobalt.  21,  Ettliug  (Aim.  Ch.  I'hann  .  xeix.  2  '4);  -Ai^  Oil  (ilaid.  Ber.,  ii.  4'.»3;; 
2o,  Moubeim  i^Verh.  nat.  Yer.  Bonn,  v.  41j;  24.  W.  Giljbs  i  Pogg.,  Ixxi.  ouA). 

Ratio  3  :  2,  2  :  1,  3  :  1,  5  :  1,  1  :  3.  25,  Beck  (ilin.  X.  Y.,  254 1;  2t'.,  Rammelsberg  (Ilandv/., 
i.  95);  27,  Klaprotb  (Beitr..  i.  3it0,  and  iii.  297);  28,  Waeis.enroder  (Schv^'.  J.,  ixv.  41);  2ii,  Abicli 
(1.  c);  30,  Kiibu  y\.  c);  31-33,  Klaprotb  (Beitr.,  iv.,  v.,  vi.^  ;  34,  35,  Kubu  (1.  e.j ;  30,  John 
(Scbw.  J.,  V.  (vi.  ?)  13);  37,  Hirzel  (1.  c.) : 


Ratio 


CaC 

MgC 

1. 

Jena,  cryst,  uncol. 

55-2 

44-7 

2. 

St.  Gothard,  cryst.,  gyh.-w. 

55'77 

43-59 

3. 

Y.  di  Sambueo,  gi'an. 

56-57 

43-43 

4. 

Monte  Somma 

57-::5 

42-75 

5. 

Binuen,  gran. 

55-06 

44-55 

6. 

Tinz,  near  Gera 

54-02 

4.V28 

Ilfeld,  Raultkalk 

55-62 

42-40 

s' 

Seheidama,  gran. 

55-01 

42-67 

9. 

Gnlbrandsdal,  '' 

55-88 

4:0-47 

lU. 

Spezzia,  " 

55-36 

41-30 

11. 

]\iieiuo,  Mieraiie 

57-91 

38-97 

12. 

"Westchester  Co.,  N.  Y. 

64-91 

43-63 

13. 

Zillerthal,  cryst. 

5iv6C 

38-60 

14. 

Tliarand,  Tnarandite 

54-76 

4210 

15. 

TraverseUa 

51-0O 

44-32 

16. 

Roxbury.  Yt.,  massive 

53-90 

44-04 

17. 

Y'ermsdorf 

53-25 

38-84 

18. 

Lettonitz 

54-21 

39-55 

19. 

La  Yalenciana,  Mcx. 

53-18 

34-35 

20. 

TraverseUa,  Brosite 

52-71 

33-46 

:  1. 

Fe  C   Mn  C 

 =99-9  Suckow. 

 zz:y",)-3r)  LavizzarL 

   =:lUOAbicli. 

 =100  Roth.    G.  =  2-72. 

 =99-61  Waltersb.    G.  =  2-845. 


0-  79   =lo(,-09  Hirzel. 

0  5 6   =98-58  Rammelsberg. 

1-  54  =  9;r22  Gubel. 

2-  81   =vtyi  6  Scheerer. 

2-  00  =98-66  Laugier. 

1-74  0-57  =  99-19  Rammelsberg. 

1-23  ,  insol.  l-:;0=lou-07  AIsop. 

3-  30  1 -70  =  11  0-26  Mcitzendorff. 

4-  19  =lwl-(i5  K:dm. 

4-  68   =  100  PeUetier.    G.  =  2-629. 

3-05   =100-99  Hunt.    G.  =  2-856. 

5-  33   ,  H  l-n]  =98-43  Grmim. 

6-  13   =  99-89  Fiedler. 


10-46  H  1-22.  Fe  0-22  =  99-43  E^oth. 
11-13    2-84=100-14  Hirzel. 


Ratio  1  :  1,  containing  manganese^  zinc,  or  cobalt. 


21.  Freiberg,  ^7i-re(^  53-20  40-15  2-14 

22.  Kapnik,  uncol.  52-46  41-16  1-09 

23.  Altenberg,  zincif.  54-31  43-26  0-99 

24.  Przibram,  cobaltif.  56-7  7  35-70  2-03 


5-23  =  10(1-71  Ettling.    G.  =  2-830. 
5-41=100-12  Ott.    G.  =  -i-89. 
0-56,  Zii  C  1-38  =  100-50  Monbeim. 
— ,  CoC  7-42  =  2-03  Gibbs. 


Ratio  3  :  2  =  G^G  64-1,  MgC  35-9. 


25. 

Lockport,  Pearl  spar 

59-00 

39-01) 

1-50 

 =1()0  Beck. 

26. 

Kolosoruk,  cryst. 

61-00 

36-53 

2-73 

 =100-26  Rammelsberg. 

27. 

Glucksbrunu,  Jib. 

(-.0-00 

36  50 

4-0O 

 =  1 00  50  Klaprotb. 

28. 

Liebenstein 

6 '5 -88 

33-24 

0-91 

0-07  =  98-1(1  Y'aciienroder. 

29. 

Sorrento,  Italy 

65-21 

34-79 

 =100  Abicli. 

30. 

Bohemia 

61-30 

32  20 

6-27 

 =99-77  Kidin. 

31,  Gurliof,  Gurhofian 

32,  HaU,  cryst. 
83.  Taberg,  " 


Ratio  2  :  l=Ca  C  70-4,  Mg  C  29-6. 

70-50    29-50     =100  Klaprotli. 

68-0      25-5      1-0  ,  H  2-0,  clay  2 -0=98 -50  KlaprotiL 

73-0      25-0  ,  Fe  2-25  =  100-25  Klaprotb. 


34.  Bohemia 

35.  Kolosoruk,  crysi. 


Ratio  3  :  1  to  5 

77-63  18-77  3-67 
85-84    10-39  5-53 


:  1. 

 =100-07  Kiinn. 

 =101-76  Kuhu. 
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OXYGEN  COMPOUNDS. 


Ratio  1  :  3. 

Ca  C    Mg  C    Fe  C 

36.  Meissner,  Conite  28-0     GT-4     3-5  =  98-9  John. 

37.  "  "  27-53    67-97    5-05=  100-55  Hirzel. 

The  following-  are  analyses  of  some  uncrystalline  stratified  hmestones.  1,  Litton,  of  Lowef 
Mag-uesiaii  limestone,  Calciferous  age  (Swallow's  (J-.  Rep.  Missouri,  1855) ;  2-5,  J.  D.  Whitney, 
of  Trentou,  Galena,  and  Niagara  limestones  (Rep.  G.  Iowa,  1858): 

Ca  C  Mg  0  Fe  (J 

1.  Warsaw,  Mo.,  L.  Magn.     47-01  JiS-SG  ,  i^l,  ^e  0-52,  Si  13-27  =  99-66  Litton. 

2.  New  Galena,  52-47  4i  l3  1-78,  iusol.  2  75,  Na,  K,  etc.  0-87  =  100  Whitney. 

3.  Clayton  Co.,  Iowa,  7Ve?ii.i.  44-90  34-2:'.  1-69.  iusol.  18-36  =  99  18  Whitney. 

4.  "         "        GaLL.    52-01  4i-25  0  93,  iusol.  4-43,  Na,  K  C  0-38  =  100  Whitney. 

5.  Jackson  Co.,  Iowa,  iVia^.L.  52-18  42-04     tr.,  iusol.  3-88,  ^l,5^e0-63,  Na,  K,  C  0-35  =  99-68  W, 


Yery  many  of  the  hmestoue  strata  of  tlie  globe  are  thus  partly  or  wholly  dolomitio,  though 
usuaUy  not  as  pure  as  m  the  above  analyses.  T.  S  Hunt  says  that  dolomites  make  up  the  chief 
part  of  the  Calciferous,  Clinton,  Trentou,  Guelph,  Niagara,  and  Ouondaga  limestones  of  Canada 
(Logan's  Rep.,  1863,  456).  In  1857  (Logan's  Rep.,  1857,  200)  he  announced  that  the  veins  and 
shells  of  some  ordinary  limestones  were  magnesian.  In  the  Portor  marble  (p.  679)  the  body  of 
the  rock  contains  only  1-0  p.  c.  of  carbonate  of  magnesia,  and  the  veins  35-5  p.  c.  A  limestone 
from  Dudswell.  Canada,  contains  Ca  C  92-5,  MgC  1-3,  sand  6-2;  and  the  fossils  are  of  similar 
composition;  but  a  yellowish  material  enveloping  the  fossils  smd  filling  veins  consists  of  Ca  C 
56-60,  MgC  11-76,  Fe  C  3-23,  with  2n-72  insohible  =  9S-3 1.  This  beiug  a  mixture  of  dolomite 
and  calcite,  the  latter  was  removed  by  acetic  acid,  and  the  residue,  52  p.  c,  then  afforded  Ca  C 
51-75,  MgC  35-73,  Fe  C  12-52  =  1  On.  In  the  Trenton  limestone  of  Ottawa,  the  fossil  corals, 
shells,  and  crustaceans  are  changed  to  whitish  dolomite ;  and  a  fragment  of  an  Orthoceras  gave 
Ca  C  50-00,  Mg  C  37  80,  Fe  C  5-vt5  =  99-75. 

Pyr.,  etc. — B.B.  acts  hke  calcite,  but  does  not  give  a  clear  mass  when  fused  with  soda  on 
platinum  foil.  Fragments  thrown  into  cold  acid  are  very  slowly  acted  upon,  while  in  powder  in 
warm  acid  the  mineral  is  readily  dissolved  with  effervescence.  The  ferriferous  dolomites  become 
brown  on  exposure. 

Obs. — Massive  dolomite  constitutes  extensive  strata,  caUed  limestone  strata,  in  various  regions. 
Crystalline  and  compact  varieties  are  often  associated  with  serpentine  and  other  magnesian  rocks, 
and  with  ordinary  Mmestoncs.  Some  of  the  prominent  localities  are  at  Salzburg,  the  Tyrol, 
Schemnitz  in  Ilungary,  Kapnik  in  Transylvania,  Freiberg  in  Saxony,  the  lead  mines  at  Alston  in 
Derbyshire,  etc. 

In  the  U.  States,  in  Vermont^  at  Roxbury,  large,  yeUow,  transparent  crystals  of  the  rhomb-spar 
variety,  in  talc.  In  Rhode  Inland^  at  Smithfield,  a  coarse  cleavable  variet3^  occasionally  presenting 
perfect  crystals,  with  wlnte  talc  in  calcite.  In  N.  Jersey^  at  Hobokon,  white  hexagonal  crystals 
(f  580).  and  in  rhombohedrons.  In  N.  York,  at  Lockport,  Niagara  Falls,  and  Rochester,  with 
calcite,  celestite,  and  gypsum  ;  also  at  Glenn's  Falls ;  in  Richmond  Co.,  at  the  quarantine,  crys- 
tallized dolomite,  in  rhombohedrons,  and  at  the  Parish  ore  bed.  St.  Lawrence  Co. ;  on  Hustis's 
farm  in  Phillips  town,  a  variety  resembling  Gurhofite^  with  a  semi-opaUne  appearance  and  a  fracture 
nearly  like  porcelain. 

Dolomite  is  generally  supposed  to  be  icjurious  as  a  manure  for  soils,  on  account  of  its  magnesia  ; 
but  this  is  not  so,  unless  used  after  calcination,  before  it  is  fully  air-slaked.  The  lime  it  affords 
when  burnt  makes  a  more  durable  cement  than  common  limestone. 

Named  after  Dolomieu,  who  announced  some  of  the  marked  characteristics  of  the  rock  in  1791 
• — its  not  effervescing  with  acids,  while  burning  like  limestone,  and  soluble  after  heating  in  acids. 
He  observes  in  his  paper  that,  as  early  as  1786,  he  had  found  the  white  marble  of  mauy  of  the 
ancient  statues  and  monuments  of  Italy  to  consist  of  this  peculiar  rock ;  and  eighteen  months 
before  the  date  of  his  paper  he  discovered  "  immense  quantities  of  similar  limestones  "  iu  the 
Tyrol. 

'  Woulfe,  iu  the  PhiL  Trans,  for  1779  (at  p.  29),  describes  a  ferriferous  dolomite  or  ankerito,  with 
some  analytical  determinations,  which  was  in  pearly  rhombohedrons,  resembling  somewhat  those 
of  spatliic  iron,  and  came  from  Joachimsthal.  "  In  its  natural  state  "  it  effervesced  strongly  with 
"  rectified  muriatic  acid,  which  would  indicate  the  presence  of  more  iron  than  he  obtained  (5  oi 
6  p.  c.  of  Fe  0,  C  0  ,).    It  may  have  been  ankerite. 

Alt. — Dolomite  occurs  altered  to  spothic  iron,  calamine,  steatite,  limonite,  red  iron  ore,  guthite 
pyrolusite,  and  quartz,  and  by  processes  similar  to  those  explained  under  calcite. 
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717.  ANKERITE.  Dolomite  pt.  BroAvn  Spar  and  Pearl  Spar  pt.  Paratomes  Kalk-Haloid 
Mohs,  Grundr.,  i.  536,  1822.  ii.  IIG,  1824.  Roll  wand,  Wandstein,  Styrian  Miners.  Aukerit 
Uaid.,  Mohs'sMin.,  i.  100,  1825.    Tautoklin  BreWi.,  Char.,  70,  1832,  Uib.,  20,  1830. 

Ehomboliedral.  E  ^  R=li)(\°  12',  Styria,  Molis;  10G°  6',  Belnliaiisen 
(anal.  6),  Ettliiig.  Also  crystalline  massive,  coarse  or  line  granular,  and 
compact. 

11.  =  3-5— 4.  G.  =  2-95  — 3-1.  Lustre  vitreous  to  pearly.  Color  white, 
ffrav,  reddish.    Translucent  to  subtranslucent. 

Comp.  — CaC  +  (Mg,  Fe,  Mn)  C,  or  a  dolomite  in  whicli  the  magnesia  is  more  or  less  completely 
replaced  by  protoxyd  of  iron,  or  of  iron  and  manganese.  By  the  increase  in  the  proportion  of  the 
magnesiau  carbonate  to  the  iron  and  manganesian,  the  mineral  graduates  into  true  dolomite.  The 
kinds  witli  10  p.  c.  or  less  of  carbonate  of  iron  are  placed  under  dolomite,  and  those  with  more, 
having  G.  above  2*95,  under  ankerite. 

The  ratios  of  Mg  0  to  (Fe,  Mu)  C  in  the  analyses  below  are  as  fohows : 

1.  1  :  2  G.       1-7  :  1  11.      2*7  :  1 

2.  1  :  2i  7.       1-5  :  1  12.  3:1 

3.  1  :  1-1  8.         2:1  13.      2-8  :  1 

4.  1-3  :  1  9.         2:1  14.      3-1  :  1 

5.  1:1  10.       2-1  :  1  15.  4:1 


TmiiocHn  Breith.,  is  a  grayish- white  variety,  containing  aloout  15  p.  c.  of  carbonate  of  iron,  and 
having  G.  =  2  961,  Etthng;  from  Beschertgiiick,  near  Freiberg  in  Saxony  (anal.  11). 

Analyses  :  1,  Fridau  (Haid.  Ber ,  v.  1)  ;  2,  Schrotter  (Baumg.  ZS.,  viii.  1);  3,  Luboldt  (Pogg., 
cii.  455);  4,  v.  Hauer  (Jahrb.  G.  Reichs.,  iv.  827) ;  5,  Schmidt  (Ramm.  Min.  Ch.,  217);  6,  Ettling 
(Ann.  Ch.  Pharm.,  xcix.  2U4) ;  7,  Berthier  (Ann.  d.  M.,  vii.  316,  II.  iii.);  8.  v.  Hauer  (L  c.) ;  9, 
C.  T.  Jackson  (Proc.  Soc.  N.  H.,  Bost.,  v.  246);  lo,  Berthier  (1.  c);  11,  Schmidt  (Ramm.  Mn. 
Ch.,  217);  12,  Schnabel  (ib.) ;  13,  14,  Bertliicr  (1.  c);  15,  Kiihn  (Ann.  Ch.  Pharm.,  lix.  363);  IG, 
Schweizer  (J.  pr.  Ch.,  xxiii.  281) : 


CaC 

MgC 

FeG 

MnC 

1.  Admont,  Styria 

47-59 

13-73 

34-74 

2-13,  insol.  0-15  =  98-34  Fridau. 

2.  Styria 

50-11 

11-85 

35-31 

3-08  =  100-35  Schrotter. 

3.  Lobenstein 

51-61 

18-94 

27-11 

2-24=99-90  Luboldt.  G.=3-01. 

4.  Pinzgau 

49-40 

24-31 

26-29 

 =100  Hauer. 

5.  Freiberg 

56-45 

18-89 

15-94 

10-09  =  101-37  Schmidt. 

6.  Belnhausen 

51-24 

27-32 

21-75 

 =100-31  Ettling.  G.=3-008. 

7.  Golrath,  Styria 

51-1 

25-7 

20-0 

3-0  =  99-8  Berthier. 

8. 

49-2 

30-0 

20-8 

 =  100  Hauer. 

9.  Nova  Scotia 

49-2 

30-2 

20-3      =99-70  Jackson. 

10.  Cornigiion 

50-9 

29-0 

18-7 

0-5  =  99-1  Berthier. 

11.  Tautoclin 

49-07 

33-28 

14-89 

2-09  =  99-33  Etthng. 

12.  J^iegen 

5o-()0 

34  03 

13-26 

2-57,  H  0-15  =  100-01  Schnabel. 

13.  Schams,  Grisons 

51-6 

31  2 

14-8 

0-4=98  0  Berthier. 

14.  Miihlen,  " 

52-8 

32-2 

14-0 

0-4=99-4  Berthier. 

15.  Schneeberg 

52-64 

3r)-35 

12-40 

0-34=101-73  Kiihn. 

16.  Tiuzen,  Grisons 

46  40 

26-95 

25-40 

 ,  insol.  0-75=99-50  Schweizer. 

In  the  last  analysis  the  ratio  of  (Fe,  Mn,  Mg)  C  to  Ca  C  is  1  to  less  than  1 ;  but  the  specimen 
may  have  been  a  mixture. 

Pyr.,  etc. — B.B.  hke  dolomite,  but  darkens  in  color,  and  on  charcoal  becomes  black  and  mag- 
netic; with  the  fluxes  reacts  for  iron  and  manganese.    Soluble  with  eifervescence  in  the  acids. 

Obs. — Occurs  with  spathic  iron  at  the  Styrian  mines,  and  at  the  localities  above  mentioned. 

Named  after  Prof  Anker  of  Styria. 


718.  MAGNESITE.  Kohlensaurer  Talkerde  Mitchell  &  Lampadius  (first  anal.)  Samml.  pr.  Ch. 
Abh.,  iii.  241.  Reine  Talkerde,  Talcum  carbonatum,  Wern.,  Ludwig,  ii.  154,  1803.  Magnesite 
pt.  Brongn.,  Min.,  i.  489,  1807.    Magnesit  Z'ar^/.,  Tabell.,  48,  92,  1808.    Carbonate  of  Magnesia 
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Magnesie  carbonatee  Fr.  Kohlensaurer  Talk,  Talkspath,  Germ.  Bauclisserite  DelametK 
Mill.,  ii.  1812.  Giobertite  Beud.,  Tr.,  410,  1824.  Breunnerite  Haid.,  Mohs's  Min.  trl,  i.  411. 
1825.    Walmstedtite  ieow/i.,  Handb.,  297,  1826.   Brown  Spar  pt. 


29',     0  A  7?  =  136^ 


56';  a=^0'S0'.)6. 


Rliomboliedral.     B  A  7?=  107 
Cleavage :  rliomboliedral,  j^erfect.    Also  massive ;  granular  to  very  com- 
pact. 

H.  =  3-5— i-5.  G.=:r3-3-08,crjst. ;  2-8,  earthy;  3-3*2,  when  ferriferous. 
Lustre  vitreous  ;  fibrous  varieties  sometimes  silky.  Color  white,  yellowish 
or  grayish- white,  brown.    Transparent — opacpie.    Fracture  flat  conchoid al. 

Var. — 1.  Ordinary,  (a)  Crystallized.  In  distinct  rhombohedral  crystals;  i?  A  7?=  107°  28', 
fr.  Snariim,  Breith. ;  107°  16',  fr.  Tragossthal  (aual.  4),  Foetterle.  (b)  Lamellar;  cleavable.  (c) 
Compact,  fine,  granular ;  (d)  Compact,  and  like  iinglazed  porcelain  in  fracture,  (e)  Earthy ;  being 
mixed  with  hydrated  silicate  of  magnesia  or  sepiolite  (meerschaum) ;  mcluding  the  Baud/sserite, 
from  Baudissero,  near  Turin,  which  has  some  resemblance  to  chalk,  and  adheres  to  the  tongue. 
Even  the  purer  varieties  of  compact  raaguesite  usually  contain  more  or  less  of  the  silicate. 

2.  Ftrr/ferous,  Breunerite;  containing  several  p.  c.  of  protoxyd  of  iron;  G.  =  B  — ?r2;  white, 
yellowish,  brownish,  rarely  black  and  bituminous  ;  often  becoming  brown  on  exposure,  and  hence 
called  Brown  Spar.  Ji  A  E  in  mineral  fr.  Salzburg  (anal.  16)  1U7°  H2',  Dufr. ;  fr.  Plitsch  lanal.  21) 
107°  22f,  Mitscherlich ;  fr.  Tyrol  (anal.  19)  107°  25',  Brooke,  107=  25^'  Breith.  The  name 
Breunerite  was  originally  given  by  Haidinger  (after  M.  Breuner)  to  the  variety  analyzed  by 
tStromeyer  containing  5  to  10  p.  c.  of  protoxyd  of  iron  (or  8  to  17  p.  c.  of  carbonate);  and  Wtdm- 
stedtite  to  an  included  kind  from  the  Harz,  analyzed  by  TValmstedt  (anal.  18),  differing  only  in 
containing  a  little  more  protoxyd  of  manganese  than  usual  (2  p.  c). 

Comp. — Carloonate  of  magnesia,  Mg  0  =  Carbonic  acid  52-4;  magnesia  47 '6  =  1 00  ;  but  prot- 
oxyd of  iron  often  replacing  some  magnesia.  The  ferriferous  part  may  be  j)resent  as  mesiiine 
mixed  with  true  magnesite. 

Analyses:  1,  2,  Marchaud  &  Scheerer  (J.  pr.  Ch.,  1.  395);  3,  Miinster  (Pogg.,  Ixv.  292);  4,  v. 
Hauer  (Jahrb.  G.  Reichs ,  1855,  G8j;  5,  Soramer  (Jahrb.  Min.  1866.456);  6,  Lampadius  (I.e.); 
7,  8,  Stromeyer  (Kastn.  Arch.,  iv.  432,  Unt.);  9,  Rammelsberg  (Handw.,  397);  10,  Marchand  & 
Scheerer  (1.  c.) ;  11,  Cornwall  (Ann.  Lyc.  N.  Y.,  viii.  123);  12,  13,  W.  Beck  (Verb.  Min.  fct.  Pet, 
1862,  89)  : 


1.  Snarum,  i/w. 

2.  "  w. 

3.  "  " 

4  Tragossthal,  w. 
5.  Salzburg 


A. 

Crystallized. 

e 

•  Fe 

Mn  ^Ig 

Ca 

51-45 

0-79 

  47-29 

0-47  =  100  Scheerer;  a.  =  3-017 

51-57 

1-41 

  47-02 

 =  100  Scheerer. 

50  79 

2-26 

  45-36 

0-26,  ^1  1-12  =  99-79  Miinster; 

G.  =  3-065 

52-24 

0-43 

  47-25 

 =99-92  Hauer;  G.  =  3-033. 

49  67 

^e  3-62 

0-28  44-53 

0-65 

 ,  imol.  0-58  =  99-33  Sommer 

B.  Compact. 


6.  Hrnbschiitz 

7.  Salem,  India 

8.  Frankenstein 
9. 

10. 

11.  Hoboken,  N.  ~ 

12.  Orenberg, 


51-0 

51-  83 
5M-22 
62-10 

52-  34 
white  50-00 

"  (1)51-80 
13.  L.  Urgun,  Russia,  "  (f)  52  90 


0-21 


0-56 
0-41 
0-04 


47-0 

47-  89 

48-  36 
47-90 
47-66 
46-71 
46-13 
45-25 


0-28 


ir. 
1-20 
1-15 


1-6=99-6  Lampadius. 

 =  100  Strom. 

1-39  =  100-18  Strom. 

 =  lOu  Ramm. 

 =100  Scheerer. 

0  30,  Si  0-23  =  97-80  CornwalL 
0-6S,  Si  0-12  =  100-29  Beck. 
0-50,  Si  0-20=10o-u4  Beck. 


0.  Ferriferous  Magnesite ;  Breunerite,  Walmsiedtite. 

14,  v.  Hauer  (Jahrb.  G-.  Reichs.,  iii.  154,  1852) ;  15,  Stromeyer  (Schw.  J.,  H.);  16,  Dufre'noy  (Min. 
•J.);  17,  Stromeyer  (1  c.) ;  18,  Walmstedt  (Schw.  J.,  xxxv.  398,  1822);  19,  Brooke  (Ann.  Phil.,  II 
V.  38-.');  2(1,  Stromeyer  (1.  c.) ;  21,  Magnus  (Pogg.,  x.  145);  22,  Stromeyer  (L  c);  23,  Joy  (Ramm 
5th  Suppl,  161) : 
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V  e 

iVLu 

14.  Semmering,  luliite 

50-45 

3-19 



15.  Hall,  black 

50  92 

o-Oo 

1-51 

Iti.  Salzburg,  " 

50-60 

5-20 



]  7.  St.  Gothard,  yellow 

5i>'32 

6'54 

0-56 

18.  Harz 

49-22 

6-22 

1-98 

19.  Tyrol,  yw.  cryst 

50-07 

8-16 

20.  Zillerthal,  yio. 

49-92 

S-.iS 

0-42 

21.  Potsehthal,  rbdn. 

50-07 

9-63 

0-73 

22  Fassa,  yio.-bn. 

5i)-lf) 

10-53 

0-48 

23.  Zillerth.,  cryst. 

49-17 

16  09 

Mg  Ca  it 

42-49  2-18   ,  C  1-29  =  99-00  Hauer. 

42-71     .  C  0-11  =  100-25  Strom. 

4;]  •  1 0     ,  C  undet.  =  9 8  -9 0  Duf. 

41-80     =99-22  Strom. 

40-15  0-51,  C  l-()2.  Si 0-30=  100  Walra. 

40-98     =  99-21  Brooke. 

40-38  =99-30  Strom. 

39-48  =99-96  Magnus. 

;M-47  =100-64  Strom. 

31-60  1-97     1-17  =  100  Joy. 


Ratio  of  Mg C  to  Fe C  in  the  preceding  analyses: 

14.  25  :  1  18.  9:1  21.  1:1 

15.  12:1  19.  9:1  22.  6:1 

16.  12:1  20.  8:1  23.  4  :1 

17.  11  :  1 


T.  S.  Hunt  (Logan's  Rep.,  lf^63,  457,  611)  found  the  magnesite  rock  of  Canada  to  contain  8  tc 
10^  p.  c.  of  carbonate  of  iron,  with  8  to  40  p  c.  of  insoluble  matters,  mostly  mixed  quartz. 
That  of  Sutton  aflbrded  MgC  83-35,  Fe  C  9-02.  mixed  silica  8-03=100-40. 

The  white  portions  of  the  verd-antique  of  Roxbury,  Mass.,  are  magnesite  with  about  4  p.  c.  of 
carbonate  of  iron,  as  shown  by  Jackson,  Hayes,  and  Hunt. 

In  tlie  baudisserite,  Berthier  found  0  41-80,  Mg  39-00,  meerschaum  19-20  =  100  (Ann.  d.  M., 
1822,  316).  A  variety  of  the  same  was  early  analyzed  by  Giobert  (J.  d  M.,  xx.  291,  401,  1803), 
and  another,  from  Castellamonte,  by  Guyton  (Ann.  d.  Ch.,  xlvii.  .^5,  1803). 

A  magnesite  from  Sasbaoh.  Kaiserstulil,  contains  hydromagnesite.  P.  Meyer  found  (Ann.  Ch. 
Pharm.,  cxv.  129 after  separating  the  impurities,  C  45-27,  Mg  47-69,  Ca  2-47,  H  4-57,  equivalent  to 
Mg  C  82-88,  Oa  C  4-41.  Mg  8-14,  I'l  4  57. 

Pyr.,  etc. — B.B  resembles  calcite  and  dolomite,  and  like  the  latter  is  but  shghtly  acted  upon 
by  cold  acids ;  in  powder  is  readily  dissolved  with  effervescence  in  warm  muriatic  acid. 

Obs.— Found  in  talcose  schist,  serpentine,  and  other  magnesian  rocks  ;  as  veins  in  serpentine, 
or  mixed  with  it  so  as  to  form  a  variety  of  verd-antique  marble  {magnesitic  opli>oWe  of  Hunt); 
also,  in  Canada,  as  a  rock,  more  or  less  pure,  associated  with  steatite,  serpentine,  and  dolomite. 
The  breunerite  variety  has  been  found  in  a  meteorite  from  Orgueil  (Descl). 

Occurs  at  Hrubschiitz  in  Moravia,  where  it  was  first  discovered  by  Mitchell;  at  Kraubat  and 
Tragdssthal,  Styria ;  at  Frankenstein  in  Silesia ;  Snarum,  Norway ;  Baudissero  and  Castellamonte 
in  Piedmont ;  at  other  localities  above  mentioned.  In  America,  at  Bolton,  Mass.,  in  indistinctly 
fibrous  masses,  traversing  white  limestone ;  at  Lynnfield,  Cavendish,  and  Roxbury,  Mass.,  mixed 
with  or  veining  serpentine  ;  at  Barehills,  near  Baltimore,  Md. ;  in  Penn.,  in  crystals  at  West 
Goshen,  Chester  Co. ;  near  Texas,  Lancaster  Co. ;  as  a  rock,  in  Sutton  and  Bolton,  Canada  East ; 
in  Canton  Upata,  Venezuela,  near  Mission  Pastora,  looking  like  porcelain  in  the  fracture,  as 
observed  by  N.  S.  Manross :  in  Tulare,  Alameda.  Mariposa,  and  Tuolumne  Cos..  California. 

Delaraetherie,  in  his  Theorie  de  la  Terre,  ii.  93,  1795,  uses  the  name  magnesite  for  the  carbonate 
of  magnesia,  sulphate,  nitrate,  and  muriate,  and  the  carbonate  is  placed  first  in  the  series.  Brong- 
niart,  in  his  Mineralogy,  ii.  489,  1807,  appHes  the  name  to  a  group,  including  (1)  the  carbonate 
called  MitclieWs  magnesite,  (2)  meerschaum,  (3)  the  Piedmont  magnesite,  and  (4)  other  siliceous 
varieties.  As  both  Brongniart  and  Delametherie  gave  the  first  place  to  the  carbonate,  the  name 
magnesite  would  rightly  fall  to  it  in  case  of  the  division  of  the  group.  Karsten,  in  his  Tabellen, 
1808,  recognized  this  division  of  the  species,  and  formally  gave  to  the  carbonate  the  name  mag- 
nesite. The  German  mineralogists  have  followed  Karsten,  as  should  have  been  done  by  all.  But 
in  France,  Beudant,  in  1824.  gave  the  name  giobertite  to  the  carbona'e,  leaving  magnesite  for  the 
sihcate,  and  most  of  t]ie  Fr.  -nch  mineralogists  have  followed  Beudant.  Giobert  analyzed  only  the 
siliceous  variety  from  Bau.lissero,  the  true  composition  of  the  mineral  having  been  ascertained  by 
Lampadius,  somewhat  earlier,  from  specimens  brought  by  Mitchell  from  Moravia. 


719.  MESITITE.    Mesitinspath  pt.  Breith.,  Pogg.,  xi.  170, 1827.    Mesitin  Breith.,  Fogg.,  Ixx, 

148,  1847. 

Khomboliedral.    ^  A  ^=107°  14^    Cleavage  rhomboliedral,  perfect. 
H.=4:— 4-5.    G.==3*33— 3"36.    Lustre  vitreous,  or  a  little  pearly.  Color 
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yellowish-wliite,  yellowisli-gray,  yellowish-brown.  Streak  nearly  white,  or 
colorless.    Transparent  to  subtransliicent. 

Comp. — 2  Mg  C  +  Fe  C  =  Carbonate  of  magnesia  59-2.  carbonate  of  iron  48-0  =  1 00.  Analyses 
1,  Gibbs  (Pogg.,  Ixxi.  566);  2,  Fritzsche  (Fogg.,  Ixx.  146);  3,  Patera  (Haid.  Ber.,  u.  296): 

C       Fe      Mg  Ca 

1.  Traversella  45-'76    24-18    28-12    l-30-=99-36  Fritzsche.    G.  =  3-35. 

2.  "  46-05    26-61    27*12    0-22  =  100  Gibbs. 

3.  Werfen,  ywli.-ln.    45  84    2*7-37    26-76   =97-97  Patera.        G.  =  3-33. 

Pyr.,  etc. — B.B.  blackens  and  becomes  magnetic.    But  slightly  acted  upon  in  mass  by  cold 
acids ;  readily  dissolved  with  effervescence  when  in  powder  by  hot  muriatic  acid. 
Obs. — From  Traversella,  Piedmont ;  Werfen,  with  lazulite. 

Named  from  i^sahni,  a  go-hehveen,  it  being  intermediate  between  magnesite  and  siderite.  The 
species  as  first  described  included  pistomesite. 

720.  PISTOMESITE.    Mesitin  pt.  Breith.,  Pogg.,  xi.  170,  1827.    Pistomesit  Breith.,  Pogg. 

Ixx.  146,  1847. 

Rhombohedral.  H  A  1^=107°  1S\  Cleavage  rhombohedral.  Coarse 
granular. 

II.  =  3-5-4.  G.  =  3-412-3'417,  Tlmrnberg,  Breith.;  3427,  Ettling. 
Lustre  vitreous,  or  somewhat  pearly.  Color  yellowish-white  to  yellowish- 
gray.    Streak  uncolored. 

Oomp. — Mg  C  4- Fe  C= Carbonate  of  magnesia  42,  carbonate  of  iron  58  =  100.    Analyses:  1, 

Stromeyer  (Breith.,  Pogg.,  xi.  170) ;  2,  Fritzsche  (Pogg.,  Ixx.  146) ;  3,  Ettling  (Ann.  Ch.  Pharm., 
xcix.  2U4) : 

C  Fe      Mg  Ca 

1.  Traversella  44-09    35-53    20  34  =99-9fi  Stromeyer. 

2.  Thurnberg,  Fistom.  43-62    33-92    21-72   =99  26  Fritzsche.    G.  =  3-41. 

3.  "       44-57    33-15    22-29   =100*01  Etthug.     G.  =  3-427. 

Pyr.,  etc. — Closely  resembhng  mesitite. 

Obs. — Occurs  at  Thurnberg,  near  Flachau  in  Salzburg ;  also  at  Traversella  in  Piedmont. 
Named  by  Breithaupt  from  TrtaTOi  and  i^eaiTrtg^  after  he  had  already  used  MesiUne  (q.  v.),  and 
because  pistomesite  is  nearer  the  middle  between  chalybite  and  magnesite  than  mesitiue. 

721.  SIDERITE.  ?  Yena  ferri  jecoris  colore  optima,  Germ.  Stahelreich  Eisen,  Gesner,  Foss.,  90, 
1565.  Spatformig  Jernmalm,  Minera  ferri  alba  spathiformis,  Wall.^  256,  1747.  .Tarn  med 
Kalkjord  forenadt.  Germ.  Stahlstein,  Cronst.,  29,  1758.  Ferrum  cum  magnesio  et  terra  calca- 
rea  acido  aerco  mineralisatum  Bergm.,  Opusc,  ii.  184,  1780.  Spathiger  Eisen,  Spatheisenstein, 
Ger7n.  Fer  spathique  Zisi^e,  iii.  281,  1783.  Calcareous  or  Sparry  Iron  Ore  Z^r^^;a«.  Spathic 
Iron,  Spathose  Iron.  Brown  Spar  pt.  Steel  Ore.  Carbonate  of  Iron.  Fer  carbonate.  Mine 
d'acier,  Fr.  Kohlensaures  Eisen,  Eisenkalk,  Germ.  Eisenspath  ffausm.,  Handb.,  951,  952, 
1813.  Spherosiderit  Hausm.,  ib.,  1070,  1813,  1847,  1353.  Siderose  Beud.,  ii.  346,  1832. 
Junckerite  Dufr.,  Ann.  Ch.  Phys.,  Ivi.  198,  1834.  Siderit  Haid,  Handb.,  499,  1845.  Chalybit 
Gloch.,  Syn,  241,  1847. 

Oligouspath  Breith.,  Handb.,  ii.  235,  1841  =  01igonit  Hausm.,  Handb.,  1362,  1847.  Thomait 
Meytr,  Jahrb.  Mm.  1845,  200.  Siderodot  Breith..  Haid.  Ber.,  i.  6,  1847.  Sideroplesit  Breith.^ 
B.  H.  Ztg.,  xvii.  54,  1858.    Thoneisenstein=Clay  Iron  Ore  pt. 

Ehombohedral.  7?  A  ^=107°,  6>  A  ^=136°  37;  a=:0-81715.  Ob- 
ser\ed  planes:  rhombohedral,  1,  4,  -5,  -2,  —J;  scalenohedral,  1^;  pyram- 
idal, 1^-2 ;  prismatic,  /,  ^-2 ;  and  basal,  O.  The  faces  often  curved,  as 
below. 
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0  A  2=11Y°  53^         \  A  ir=136°  ZM  4  A  4=66°  IS' 

0  A  f-2=132  30         i  A  7?=133  23         ^-2  A  r=:155  45 

Cleavage  :  rliombohedral,  perfect.  Twins  :  plane  of  composition  -\.  Also 
in  botiyoidal  and  globular  forms,  subfibroiis  within,  occasionally  silky 
fibrous.  Often  cleavable  massive,  with  cleavage  planes  undulating. 
Coarse  or  fine  granular. 


H.  =  3'5— 4*5.  G.=:3'7— 3*9.  Lustre  vitreous,  more  or  less  pearly. 
Streak  white.  Color  ash-gray,  yellowish-gray,  greenish-gray,  also  brown 
and  brownish-red,  rarely  green;  and  sometimes  white.  Translucent — 
subtranslucent.    Fracture  uneven.  Brittle. 

Comp.,  Var. — Carbonate  of  iron,  Fe  C=Carbomc  acid  37"9,  protoxyd  of  iron  6'2i.    Cut  part 
of  the  protoxyd  of  iron  (Fe)  usually  replaced  by  manganese,  and  often  by  magnesia  or  lime. 
The  principal  varieties  are  the  following: 

(1)  Ordinary,  (a)  Crystallized,  (b)  Concretionary— Spherosideriie ;  in  globular  concretions, 
either  solid  or  concentric  scaly,  with  usually  a  fibrous  structure.  (<")  Gramdar  to  compact  mas- 
sive, {d)  Oolitic^  like  oolitic  limestone  in  structure,  (e)  Earthy.,  or  stony,  impure  from  mixture 
with  clay  or  sand,  constituting  a  large  part  of  the  clay  iron-stone  of  the  Coal  formation  and  other 
stratified  deposits;  H.  =  3  to  7,  the  last  from  the  silica  present;  Gr.  =  3-0— 3*8,  or  mostly  3-15 — 
3-65. 

(2)  Through  differences  in  the  bases  replacing  part  of  the  iron,  there  are  the  following  kinds: 

A.  Containing  little  or  no  manganese  (Mn),  magnesia  (Mg),  or  lime  iCa).  G.= 

B.  Containing  5  to  12  p.  c.  of  Mu,  with  little  Mg  or  Ca=-.7  Fe  C-^Mn  C  to  4  Fe  C  +  ]iln  C. 

C.  Containing  17  to  18  p  c.  of  Mn  =  2i  Fe  C  +  .Mn  C. 

D.  Containing  25  p.  c.  of  ^ln  =  ]  iFe  0  +  Mn  C  ;  the  oUgonspar  of  Breithaupt  or  oligonite,  hav- 
ing R  /\  R=1QV  4';  G.=:3-714 — 8-745;  color  yellowish  to  between  flesh- and  iron-red;  streak 
yellowish-white  ;  remarkably  phosphorescent  when  heated.  

E.  Con  taming  little  manganese  and  much  magnesia,  4  Fe  C-f-Mg  C. 

F.  Ditto,  2FeC  +  MgC,  the  sideroplesite,  Breith.,  from  Pohl,  having  i?  A  i?=  107"  6',  Breith. ; 
G.=:o'6l6  — 3'G60.  Also  from  other  localities.  Von  Zepharovich  obtained  from  a  cleavage 
rhombohedron  from  Salzburg  (anal.  21)  R  A  R—}01^  o  16",  and  G.  =  3-699. 

G.  Containing  20  p.  c.  of  carbonate  of  lime,  and  looking  like  some  calamine,  the  color  green; 
from  Altenberg ;  formula  8  Fe  C  +  2  Mn  C  +  8  Ca  C. 

H.  I.  Other  miscellaneous  kinds. 

The  siderodot  of  Breithaupt  is  a  calciferous  spathic  iron  from  Radstadt  in  Salzburg,  having  G, 
=3-41. 

Analyses:  Division  A.  1,2,  Karsten  (Karst.  Archiv.,  ix.  220);  3,  Thomson  (Min.,  i.  445);  4, 
Stroraeyer  lUnters.);  5,  Bischof  (Rammelsb.  Min.  Chemie,  222);  6.  Berthier  (Ann.  d.  M.,  viii.  887); 
7,  Glassou  (Ann.  Ch.  Pharm.,  Ixii.  89).  B.  8-11,  Karsten  (1.  c.) ;  12,  Stromeyer  (1.  c);  13,  Schna- 
bel  (Ramm.  Min.  Ch.,  223).  C.  14,  Schnabel  (Ramm.  3d  SuppL,  112).  D.  15,  Magnus  (Pogg.,  x. 
145).  E.  16,  Khuen  (Ramm.  Min.  Ch.,  224).  F.  17,  Fritzsche  (B.  H.  Ztg.,  xvil  54);  18-20, 
Berthier  (Ann.  d.  M.,  viii.  887);  21,  Sommer  fJahrb.  Min.  1866,  455).  G.  22,  Monheim  (J.  pr. 
Ch.,  xlix.  318).  H.  23,  Peischel  (Ramm.  1st  SuppL,  1S9);  24,  Sander  (Ramm.  Min.  Ch.,  217).  L 
25,  T.  G.  Clemson  (Am.  J.  Sci.,  xxiv.  170): 

44 


690 


OXYGEN  COMPOrXDS. 


Babkovsky,  Hack 
Erzberg,  Styria 
Durham,  Engl. 
Hauau,  Spherosid. 


-1. 
2, 

'i. 
4. 

5.  L.  Laach, 


Pierre  Rousse,  Isere 
Biober,  white 


B. — 8.  Hackenburg,  ichite 
9.  Siegeu,  yioh, 
10. 

11.  Miisen,  vjliite 

12.  Stolberg 

13.  Stahlberg 

C. — 14.  Siege n,  Spherosid. 


C 
36GI 
38-o5 
35-9() 
3S-1I4 
38  16 
8S-0 
38-41 

38-64 
38-90 

38-  85 

39-  19 
38-22 
38-50 


Fe 
5T-V^1 
5.")-64 
54-57 

59-  63 

60-  00 


Mn 
1-51 
•2-80 
1-15 

1-89 


tr. 


3-7 


Ca 

0-59.  gangiie  0-60=97-22  Karsten. 

U-9i  =  'j9-4>»  Karsteu. 

318,  H  2-63  =  97-4;:5  Thomson. 

0-  2' I  =  99-91  Stromeyer. 

1-  84=100  Bischof. 
1  0  =  98-2  Berthier. 


53-8  1- 

53  u6    4-20    2".i6    1-12,  gangue  0-48  =  100  01  Glassou 


50-41 
50-72 
47-20 

47-  96 

48-  20 
47  16 


7-51 

7-  64 

8-  34 

9-  50 
7-07 

10-61 


2-  35 
1-48 

3-  78 
3-12 
1-84 
3-23 


 ,  gaugue  0-32  =  99-23  Karsten. 

0-40,  "  0-48  =  99-62  Karsten. 
0-63,      "     0  95  =  99  72  Karsten. 

 =99-77  Karsteu. 

0-67,  H  0-25=96  24  Stromeyer. 
0-50=100  SchnabeL 


38-22    43-59  17-87    0  24    0-08  =  100  SchnabeL 


D.  — 15.  Ehrenfriedersdorf  C/z^.  38-35    36-81  25-31   

E.  — 16.  Mitterberg,  Tyrol         39-51    51-15    1-62  7-72 


-17.  Pohl,  Voigtland 

18.  AUevard,  Isere 

19.  Autun 

20.  Vizelle,  Isere 

21.  Salzburg 


(1)41-93  45-06    12-16 

41-  8  42-8    15-4 

4n-4  45-2  0-6  12-2 

42-  6  43-6  1-0  12-8 
40-31  43-86  2-57  10-46    0-40,  Fe  4-07  =  101-76  Sommer. 


— =100-47  Magnus. 

— =100  Khuen.    G. =3-735. 

— =99-15  Fritzsche.  G.=3-616. 
— =100  Berthier. 
— =98-4  Berthier. 
— =100  Berthier. 


a— 22.  Altenberg 

H.  — -2?.  Xeudorf 

•lA.  Erzberg,  Styria 

I.  — 25.  Plymouth  Tt. 


FeC 
64-04 

79-34 
79  87 


MnC 
16-56 

9-69 
0-16 


MgC 


7-60 

10-88 


74-28       6-56  16-40 
*  9' 73  gangue  removed. 


CaC 

20-12,  Si  1-10  Mouheim. 

5-43  =  101-06  PeischeL 
11-91  =  100-82  Sander. 

 ,  3Pe  0-30,  insol.  l-40=:98-94  C. 


Scimabel  has  analyzed  many  ores  from  diflferent  mines  in  Siegen,  referable  to  division  B  (see 
1.  c.). 

Pyr.j  etc. — In  the  closed  tube  decrepitates,  evolves  carbonic  oxyd  and  carbonic  acid,  blackens 
and  becomes  magnetic.  B.B.  blackens  and  fuses  at  4  5.  With  the  fluxes  reacts  for  iron,  and  with 
soda  and  nitre  on  platinum  foil  generally  gives  a  manganese  reaction.  Only  slowly  acted  upon 
by  cold  acid,  but  dissolves  with  brisk  effervescence  in  hot  muriatic  acid.  Exposure  to  the  atmo- 
sphere darkens  it»  color,  rendering  it  often  of  a  blackish-brown  or  brownish-red  color. 

Obs. — Siderite  occurs  in  many  of  the  rock  strata,  in  gneiss,  mica  slate,  clay  slate,  and  as  clay  iron- 
stone in  connection  with  the  Coal  formation  and  many  other  stratified  deposits.  It  is  often  associ- 
ated with  metallic  ores.  At  Freiberg  it  occurs  in  silver  mines.  In  Cornwall  it  accompanies  tin. 
It  is  also  found  accompanying  copper  and  iron  p\-rites.  galenite,  vitreous  copper,  etc.  In  Xew 
York,  according  to  Beck,  it  is  almost  always  associated  with  specular  iron.  Occasionally  it  is  to 
be  met  with  in  trap  rocks  as  spheroi^ideritt. 

In  the  region  in  and  about  Styria  and  Oariuthia  this  ore  forms  extensive  tracts  in  gneiss,  which 
extend  along  the  chain  of  the  Alps,  on  one  side  into  Austria,  and  on  the  other  into  Salzburg.  At 
Harzgerode  in  the  Harz,  it  occurs  in  fine  crystals  in  gray-wacke ;  also  in  Cornwall,  Alston-Moor, 
and  Devonshire. 

The  Spherosiderite  occurs  in  greenstone  at  Hanau,  Steinheim,  and  Dransberg,  and  many  other 
places.  Clay  iron-stone,  which  is  a  siliceous  or  argillaceous  carbonate  of  iron,  occurs  in  coal  beds 
near  Glasgow ;  also  at  Mouillar,  Magescote,  etc..  in  France,  etc. 

In  the  United  state?,  in  Vermont,  at  Plymouth.  In  Mass.,  at  Steriing.  In  Conn.,  at  Roxbury, 
an  extensive  vein  in  quartz,  traversing  gneiss ;  at  Monroe,  Lane's  mine,  in  small  quantities.  In 
N.  York,  at  the  Sterling  ore  bed  in  Antwerp,  Jefterson  Co.,  in  rhombohedral  crystals  ;  at  the  Ros- 
sie  iron  mines  St.  Lawrence  Co.  In  X.  Carolina,  at  Fentress  and  Harlem  mines.  The  argilla* 
ceous  carbonate,  in  nodules  and  beds  (clay  iron-stone),  is  abundant  in  the  coal  regions  of  Penn^ 
Ohio,  and  many  parts  of  the  country.  In  a  clay-bed  under  the  Tertiary  along  the  west  side  of 
Chesapeake  Bay  for  50  m. 
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Xamed  Spherosiderite  by  Hausmann  in  1813,  from  the  concretionan^  variety,  and  retained  by 
him  for  the  whole.  Haidinger  reduced  the  name  to  Scderiie,  the  prehx  sphero  being  applicable 
only  to  an  unimportant  variety.  Beudant's  name  SidU-robC  has  an  unallowiible  termination. 
Chalyhiie,  Gi:x:ker,  should  yield  to  Ilaidiuger's  earUer  name  siderite,  as  recognized  by  v.  Kobell 
and  Kenugott. 

Alt. — Spathic  iron  becomes  brown  or  brownish-black  on  exposure,  owing  to  a  peroxydatioa 
of  the  iron  and  its  passing  to  Uiiioiute  (Fe'-H^) ;  and  by  a  subsequent  loss  of  water,  it  may 
pass  to  r>id  iron  ort  or  specular  iron  (Fej,  or  to  magnetite  (Fo  Fe).  the  last  at  times  a  result  of 
deoxydation  of  Fe  by  organic  substances.  It  also  changes  by  substitution,  or  through  the  action 
of  alkaline  silicates,  to  quartz. 

722.  RHODOCHROSITE.  Magnesium  acido  aereo  mineralisatum  Bergra.,  Sciagr.,  1782  (with- 
out descr.  or  loc. ).  Kother  Braunsteinerz  [=Red  Manganese  Ore],  Rothspath,  Magnesium 
ochraceum  rubrum,  Oxide  de  manganese  couleur  de  rose,  pi.,  of  later  part  of  \8th  cent,  (it  beiui^ 
confounded  with  the  silicate  analyzed  by  Ruprecht  in  17s2,  and  Bergmaun's  annoancemeht 
being  doubted).  Luftsaures  Braunsteinerz  (or  Carbonate,  after  Bergm.)  pt.  Lenz,  Min.,  ii.  1794 
(with  mention  of  druses  of  smaU  crystals  in  "  Rhomben,"  others  in  ''Pyramiden,"  but  with  cit. 
of  Ruprecht's  anal.).  Manganese  oxyde  carbonate  (after  Bergm.)  K,  TabL  comp.,  Ill,  1S09. 
Dichter  Rothstein  pt.  Hau-sm.,  Handb.,  302,  1813.  Rhodochrosit,  ?  Kohlensaures  Magnesium 
oxydul  (fr.  Lampadius's  anal,  of  a  Kapnik  sp'n,  in  his  Pr.  Ch.  Abh.,  iiL  239, 1800),  Mausm., 
ib.,  1081,  1813.  Carbonate  of  Manganese.  Manganspath  Wern.  Dialogite  JascJie,  Germar, 
Schw.  J.,  xxvi.  119=Bldttrige  Rothmanganerz  Jasche,  Kl.  Min.  Schrift.,  4,  1817.  Diallogita 
(wrong  Orthogr.).  Rosenspath,  Himbeerspath,  Breiih.,  Handb.,  228,  229,  1841  (Char.,  67,  68, 
1832). 

Ehomboliedml.  i?  A  ^  =  106°  bV,  6>  A  ^  =  136°  Sl-J';  a=0-S211. 
Observed  planes  :  0 ;  rhomboliedrons,  J^,  -2  ;  scalenohedrons,  1^,  ; 
prism,  {-2:  Cleavage  :  It,  perfect.  Also  globular  and  botrjoidal,  having 
a  columnar  structure,  sometimes  indistinct.  Also  granular  massive  ;  occa- 
sionally impalpable  ;  incrusting. 

H.=:3*5— 4*5.  G.  =  34— 3*7;  3'592,  Kapnik.  Lustre  vitreous  inclin- 
ing to  pearly.  Color  shades  of  rose-red  ;  yellowish-gray,  fawn-colored, 
dark  red,  brown.  Streak  white.  Translucent — subtranslucent.  Fracture 
uneven.  Brittle. 

Comp. — Mn  C= Carbonic  acid  38*6,  protoxyd  of  manganese  61-4 ;  but  part  of  the  Mn  usually 
replaced  by  hme  (Ca),  and  often,  also,  by  magnesia  (Mg),  or  iron  (Fe) ;  and  sometimes  by  cobait 
(Co),  when  the  color  is  of  a  deeper  red,  and  G.=3-6608,  Bergemann  (anal.  11).  Analyses:  1, 
Griiner  (Ann.  d.  M.,  III.  xvih.  61);  2,  Berthier  (Ann.  d.  M.,  vi.  595);  3-5,  Stromeyer  (G.  Anz. 
Gott.,  1081,  1843);  6,  Kersten  (J.  pr.  Ch.,  xxxviL  163);  7,  8,  R.  Kane  (Phil.  Mag.,  Jan..  1848 1; 
9,  Hildebrand  (Yerh.  nat.  Xassau,  xiv.  434);  10,  Birnbacher  (Ann.  Ch.  Phaxm.,  xcviiL  144);  11, 
Bergemann  (TerlL  nat.  Yer.  Bonn,  111,  1857): 


MnC 

FeC 

CaC 

1. 

97-1 

0-7 

1-0 

2.  Freiberg 

89-2 

7-3 

8-9 

3.  " 

73-70 

5  75 

13-08 

4  Kapnik 

89-91 

6-05 

5.  Xagyag 

86-64 

10-58 

6.  Yoigtsberg 

81-42 

3-10 

10-31 

7.  Ireland 

74*55 

15-01 

tr. 

8. 

79-94 

11-04 

2-43 

9.  Obemeisen,  cryst. 

89-55 

0  99 

5-18 

10. 

91-31 

306 

5-71 

11.  Rheinbreitbach 

9'  )  88 

2-07 

MgC 

0-  8,  Mn  0-1=99-7  Griiner. 

1-  6=100  Berthier. 

7-26,  H  0-05=99-84  Stromeyer. 

3-  30,  H  0-44=99-70  Stromeyer. 
•1-43,  H  0-31  =  99-96  Stromever. 

4-  28,  H  0-83  =  99-44  Kersten.  G.=3-553. 

 ,  clay  0-33,  org.  matters  &  loss  lO'll  Kaae. 

 ,  clay  0-37.  org.  matters  &  loss  6-22  Kane. 

4-28:^100  Hildebrand. 

 —99-79  Birnbacher. 

109,  Co  3-71,  Si  1-36  =  99-11  Bergemann. 


Pyr.,  etc.— B.B.  changes  to  gray,  brown,  and  black,  and  decrepitates  strongly,  but  is  infusible 
With  salt  of  phosphorus  and  borax  in  O.F.  gives  an  amethystine-colored  bead,  in  R.F.  becomes 
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colorless.  AVith  soda  on  platinum  foil  a  bluish-green  manganate.  Dissolves  with  effervescence 
iu  warm  muriatic  acid.  On  exposure  to  the  air  changes  to  brown,  and  some  bright  rose-red 
varieties  become  paler. 

Obs. — Occurs  commonly  in  veins  along  with  ores  of  silver,  lead,  and  copper,  and  with  other 
ores  of  manganese. 

Found  at  Schemnitz  and  Kapnik  in  Hungary ;  Nagyag  in  Transylvania ;  near  Elbingerode  in 
the  llarz ;  at  Freiberg  in  Saxony ;  at  Glendree  in  the  County  of  Clare,  Ireland,  where  it  forms  a 
layer  2  in.  thick  below  a  bog,  and  has  a  yellowish-gray  color  (anal.  7,  8) ;  botryoidal  at  Harts- 
hUl  in  "Warwickshire. 

It  has  been  observed  in  a  pulverulent  form,  coating  triplite,  at  Washington,  Conn.,  on  the  laud 
of  Joel  Camp;  in  New  Jersey,  with  frankhuite  at  !Miue  HiU,  Franklin  Furnace.  Abundant  at  the 
silver  mines  of  Austin,  Nevada ;  at  Placentia  Bay,  Newfoundland,  in  slates,  fawTi-colored  and 
brown,  containing  84*6  Mn  C,  with  14'4  silica. 

N'amed  rhodochrosite  from  f.oS'Jv,  a  rose,  and  xp^o-k,  color;  and  dialogiie,  from  6ia\oyfi,  douht.  The 
larter  name  is  attributed  to  Jasche  by  G-ermar  (1.  c). 

Alt. — Quartz  pseudomorphs  occur  near  Kiein-Yoigtsberg. 

723.  SMITHSONITE.  Calamine  pt.  Galmei  pt.  Ziucum  acido  aero  mineralisatum  Bergm., 
Sciagr.,  144,  1782,  Opusc.  ii.  209,  1780  (from  his  own  anal.).  Zinkspath,  Kohlengalmei,  Germ. 
Carbonate  of  Zinc.  Smirhsouite  Bead.,  Tr.,  ii.  354,  1832.  Zinkspath,  Kapnit  (or  Capnit),  JSreiY/i., 
Handb.,  241,  236,  1841.  Herrerite  Dei  Bio  is  bmithsonite  A.  Gmth,  Proc.  Ac.  Sci.  Philad., 
vii.  2o2.    Dry-bone  Minfrs. 

Khoinbuhedral.  E  h  R=lOr  40',  0  ^  R^lZr  3';  f^=::0-S062.  Ob- 
served })laiies  :  0 ;  rhuinboliedroiis,  /t,  4,  -2,  -5  ;  scalenohedron 
1';  prism  ^-2.  i  A  |=13T^  2  A  2  =  80°  33',  |  A  J=6S°  U',  5  A  5  =  64° 
IT',  O  f\  |-=155''  2'.  Ii  generally  curved  and  rough.  Cleavage  :  Ii  per- 
fect. Also  reniforni,  botryoidal,  or  stalactitic,  and  in  crystalline  incrus- 
tations ;  also  granular,  and  sometimes  impalpable,  occasionally  earthy  and 
friable. 

H.  =  5.  G.=tl:— 445  ;  445,  Levy;  4*42,  Haidinger.  Lustre  vitreous, 
inclining  to  pearly.  Btreak  white.  Color  white,  often  grayish,  greenish, 
brownisii-white,  sometimes  green  and  brown.  8ubtransparent — translucent. 
Fracture  uneven — imperfectly  conchoidal.  Brittle. 

Comp.,  Var. — 2n  C  =  Carbonic  acid  35*2,  oxyd  of  zinc  64-8  =  100;  but  part  of  the  protoxyd 
of  zinc  often  replaced  by  that  of  iron  or  manganese,  and  by  traces  of  hme,  magnesia ;  sometimes 
by  oxyd  of  cadmium  (anal.  9). 

Varieties. — (1)  Ordinary,  (a)  Crystallized;  (b)  botryoidal  and  stalactitic,  common;  {c)  granular 
to  compact  massive ;  {d}  earthy,  impure,  in  nodular  and  cavernous  masses,  varying  Irom  grayish- 
white  to  dark  gray,  brown,  brownish-red,  brownish-black,  and  often  with  drusy  surfaces  in  the 
cavities ;     dry-bone  "  of  American  miners. 

Yae.  dtpending  on  Comjwsition.  (1)  Containing  less  than  5  p.  c.  of  any  other  carbonate,  and 
without  copper;  anal.  1-10. 

(2)  Ferriferous  (Zinkeiseuspath),  containing  over  20  p.  c.  of  carbonate  of  iron;  capnite  Breith., 
having  J?  A /?=  107°  7',  Breith.;  anal.  11-20. 

(:^)  Manganiferous,  containing  over  5  p.  c.  of  carbonate  of  manganese;  G.  =  3*9o— 4*2  ;  anal. 
21-24. 

(4)  Cupriferous,  Herrerite  of  Del  Rio,  apple-green,  with  rhombohedral  cleavage ;  anal.  25.  There 
are  no  lines  of  strong  demarcation  between  these  varieties  based  on  composition. 

Analyses:  1,  2,  Smithson  (Nicholson's  J.,  vi.  76);  3,  Heidingsfeld  (Ramm.  5th  Suppl.) ;  4, 
Schmidt  (J.  pr.  Ch.,  li.  257);  5,  Elderhorst  (G.  Rep.  Arkansas,  153,  1858);  6,  7,  H.  Risse  (Verb, 
nat.  Yer.  Bonn,  86,  1865);  8,  v.  KobeU  (J.  pr.  Ch.,  xxviii.  480);  9,  Long  (Jahrb.  Min.  1858,  28;)); 
10,  Marigny  (Ann.  d.  M.,  V.  xi.  672);  11-15,  Monheira  (Ramm.  3d  Suppl.,  131,  J.  pr.  Ch.,  xlix. 
382);  16-20,  H.  Risse  (1.  c);  21,  Karsten  (Syst.  d.  MetalL,  iv.  425);  22-24,  Monheim  (1.  \);  2a 
Genth  (Am.  J.  Sci.,  II.  xx.  119): 

C       2n       Fe  tb 

A.— 1.  Somersetshire  35-2     64  8     =100  Smithson.    G. =4*339. 

2.  Derbyshire  34-8     65-2     =100  Smithson. 
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C  Fe  f»b 

3.  Altenberg  35-13  64-56  ■   0' 16,  Si  0-15  =  100  IleidingsfeM. 

4.  Moresnet,  Belgium    BS-^S  6o-06  0-34   ,  Si  1-58,  H  1-28  =  100-04  Schmidt. 

5.  Marion  Co.,  Ark.     [31-45]  65*97  tr.  ,  Ca  I'OT,  quartz  1 -51  =  100  Elderliorst. 


ZxxC  FeC  MnC 


6. 

Altenberg,  w.  cryst. 

98-24 

0-52 

0-15 

7. 

bnh.  " 

97-92 

2-26 

U-10 

8. 

Nertschinsk 

96-00 

2-03 



9. 

Wiesloch,  ywh. 

89  97 

0-57 

10. 

Algiers 

90-10 

B.— 11. 

Altenberg,  gn. 

60-35 

32-21 

4-02 

12. 

u 

55-89 

36-46 

3-47 

13. 

u 

58-52 

35-41 

3-24 

14. 

il 

71-08 

23-98 

2-58 

15. 

u 

40-43 

53-24 

2-18 

16. 

u 

10.  cryst. 

88-72 

l()-30 

tr. 

17. 

leek-gn. 

84-92 

13-46 

0-43 

18. 

ywh.-gn. 

78-H2 

15-66 

5-23 

19. 

u 

ywh. 

77-31 

15-43 

1-16 

20. 

67-89 

29-88 

1-30 

MgC  CaC 

0-23    0-20,  insol.  0-07  =  99-41  Risse. 

 ir.  =  100  28  Risse. 

 ,  J»b  C  1  12  =  99-15  Kobell. 

0-  32    2-43,  OaO  3-36,  2a  H  194,  Zn  S  0  47, 

sand  0-45  Long. 

1-  74    2-30,  fbC  0-44,  As  8-30,  ¥o  l-5i),  sand 

O-30  =  Vt9-6S  Marigny. 
0-14  l-90,calamiue  2-49  =  101-11  AI.  G-.  =  4  15, 
 2-27,  calamine  0-41  =  98  50  M.  G.=4-04. 

 3-67,  calamine  0'4S=  101-32  Monlieim. 

  2-54=100-18  Monheim. 

  5-09  =  100-94  Monheim.  . 

0-10    1-02,  insol.  0  18=100-32  Risse. 
0-37    1-08,  insol.  ^r.  =  K)0-21  Risse. 

tr.     1-20,  insol.  ^r.  =  100-41  Risse. 
4-04    1-66,  insol.  1-07  =  100-67  Risse. 

tr.     1-17,  insol.  /r.  =  100-24  Risse. 


0.-21.  Nertschinsk  89-14    10-71 

22.  Herrenberg,  gn.  85-78  2*24  7-62 

23.  "         palegn.  74*42  3-20  14-98 

24.  Altenberg,  ywh.-io.  84-92  1-58  6-80 

D.— 25.  Albarradon,  Mex.  93-74    1-50 


 =99-85  Karsten. 

4-44  0-98,  Si 0-09,  H^r.=  101-15  M.  G.=4-03. 
3-88  1-68,  Si  0-20,  H  0-56  =  98-92  M.  G.  =  3-98. 
2-84    1-58,  calamine  1-85=99-57  M.  G.=:4-20. 

0-29    1-48,  Cu  C  3  42  =  100  43  Genth. 


But  a  part  of  the  24  analyses  of  Altenberg  smithsonite  by  H.  Risse  are  given  above.  He 
■writes  the  formula  nZn  C+m(Fe,  Mn,  Mg,  Ca)  C.  The  ratio  of  the  1st  to  the  2d  member  in  anal. 
16  (above)  is  7  :  1 ;  in  17,  5  :  1 ;  in  19,  3  :  1 ;  in  20,  2  :  1. 

Pyr.,  etc. — In  the  closed  tube  loses  carbonic  acid,  and,  if  pure,  is  yellow  while  hot  and  color- 
less on  cooling.  B.B  infusible ;  moistened  with  cobalt  solution  and  heated  in  O.F.  gives  a  green 
color  on  cooling.  With  soda  on  charcoal  gives  zinc  vapors,  and  coats  the  coal  yellow  while  hot, 
becoming  white  on  cooling;  this  coating,  moistened  with  cobalt  solution,  gives  a  green  color 
after  heating  in  O.F.  Cadmiferous  varieties,  when  treated  with  soda,  give  at  first  a  deep  yellow 
or  brown  coating  before  the  zinc  coating  appears.  With  the  fluxes  some  varieties  react  for  iron, 
copper,  and  manganese.    Soluble  in  muriatic  acid  with  efiervescence. 

Obs.— Smithsonite  is  found  both  in  veins  and  beds,  especially  in  company  with  galenite  and 
blende ;  also  with  copper  and  iron  ores.  It  usually  occurs  in  calcareous  rocks,  and  is  generally 
associated  with  calamine,  and  sometimes  with  limonite.  It  is  often  produced  by  the  action  of 
sulphate  of  zinc  upon  carbonate  of  lime  or  magnesia. 

Found  at  Nertschinsk  in  Siberia,  one  variety  of  a  dark  brown  color,  containing  cadmium, 
another  of  a  beautiful  bright  green;  at  Dognatzka  in  Hungary;  Bleiberg  and  Raibel  in  Cariuthia; 
Wiesloch  in  Baden,  in  Triassic  limestone;  Moresnet  in  Belgium;  Altenberg,  near  Aix  la  ChapeUe 
(Aachen),  in  concentric  botryoidal  groups.  In  the  province  of  Sautander,  Spain,  between  the 
Bay  of  Biscay  and  the  continuation  of  the  Pyrenees  range,  at  Puente  Viesgo,  the  mountains 
being  only  four  leagues  from  the  coast;  the  smithsonite  here  occurs  in  mountain  limestone;  in 
other  places  it  is  found  in  dolomite,  probably  muschelkalk ;  it  is  in  vertical  lodes,  found  fre- 
quently in  scalenohedrons  as  a  pseudomorph  after  calcite.  At  Ciguenza,  5  miles  E.  of  Santan- 
der,  the  lode  varies  in  width  from  1  to  2  meters  to  1  inch;  the  mineral  is  drusy,  cavernous; 
blende  is  abundant,  and  changes  into  pure  white  smithsonite ;  the  latter  also  occurs  like  chalce- 
dony, in  reniform  and  botryoidal  masses ;  it  sometimes  contains  galena  and  cerussite.  In  Eng- 
land, at  Roughteu  Grill,  Alston  Moor,  near  Matlock,  in  the  Mendip  Hills,  and  elsewhere ;  in 
Scotland,  at  Leadliills  ;  in  Ireland,  at  Donegal. 

In  the  U.  States,  in  Conn.,  at  Brookfield  in  very  small  quantities.  In  N.  Jersey,  at  Mine  Hill, 
near  the  Prankhn  furnace,  only  pulverulent  from  decomposition  of  zincite.  In  Femi.,  at  Lancas- 
ter abundant,  and  often  in  fine  druses  of  crystals,  also  sometimes  pseudomorphous  after  dolo- 
mite ;  at  the  Perkiomen  lead  mine ;  at  the  Ueberroth  mine,  near  Bethlehem,  in  scalenohedrons, 
also  an  earthy  variety  abundant  as  an  ore.  In  Wiscoiisin,  at  Mineral  Point,  ShuUsburg,  etc., 
constituting  pseudomorphs  after  blende  and  calcite.    In  Minnesota,  at  Ewing's  diggings,  N.W.  of 
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Bnbuque,  etc.  In  Missouri  and  Arkansas,  along  with  the  lead  ores  in  Lower  Silurian  lime 
stone. 

Alt. — Smithsonite  changes  through  the  action  of  alkaline  silicates  to  calamine  (2n^  Si+i  H) ; 
or  becomes  incrusted  with  silica  and  forms  quartz  pseudomorphs  It  is  also  sometimes  replaced 
bj  Umonite  or  gothite.    The  concretionary  variety  from  Spain  has  a  nucleus  of  calamine. 


724.  ARAGONITE.  Spath  calcaire  crist.  en  prismes  hexagones  dont  les  deux  bouts  sont  stries 
du  centre  a  lacirconference,  id.  dont  les  deux  bouts  sont  lisses  (fr.  Spain),  Davila,  Cat.  Cab.,  ii.  50, 
52,  1767.  Arragonischer  Apatit  Wern.,  Bergm.  J.,  i.  95,  1788;  Klapr.,  ib,  i.  299,  CreU's  Ann., 
i.  387,  1788  (making  it  carbonate  of  lime).  Arragonischer  Kalkspath  Wern.,  Bergm.  J.,  ii.  74, 
1790  (after  Klapr.  anal.).  Arragon  Spar  (var.  of  Calc  Spar)  Kirwan,  Min.,  i.  87,  1794.  Arra- 
gonit  Wern.,  Estner's  Min.,  ii.  1039,  1796.  Excentrischer  Kalkstein  Karsten,  TabeU.,  34,  74, 
1800.  Arragonite  (first  made  distinct  from  Calc  Spar  through  cryst.)  Haiiy,  Tr.,  ii.  180],  and 
Broch.  Min.,  i.  576,  1800.  Iglit  (fr.  Iglo,  Transylvania)  Esmark,  Bergm.  J.,  iii.  99,  1798;  Igloit. 
Nadelstein  Lenz.  Erbsenstein  pt.,  Easerkalk  pt.,  Schallenkalk  pt.,  Sprudelstein,  Germ.  Chim- 
borazite  E.  D.  Clarke,  Ann.  Phil.,  II.  ii  57,  147,  1821.  Tarnovizit  Breiih.,  Handb.,  252,  1841 ; 
Tarnovicit  Haid.,  Handb.,  1845.  Mossottite  Luca,  Cimento,  vii.  453,  1858.  Oserskit  Breiih., 
B.  H.  Ztg.,  xvii.  54,  1858. 

Stalactites  Flos  Ferri,  Marmoreus  ramulosus,  Linn.,  Syst.,  183, 1768.  Stalagmites  coralloidea 
Wall,  ii.  388,  1778.  Coralloidal  Aragonite.  Chaux  carbonate  coraUoides  K,  Tr.,  il  1801. 
Eisenbliithe  pt.  Wern. 

Orthorhombic.  I A  I=:1W  10',  0  A  1-^=130°  50';  a:h:  c=l-1571  : 
1  :  1'6055.  Observed  planes  :  0;  vertical,  /,  i-l,  i-l ;  domes,  l-l,  J4, 
2-1,  3-1,  5-^,  6-1,  94;  1- 


octahedral,  1,  6,  9,  1-2,  2-2, 


0  A  1-^=130°  50'  0  A2-2: 
6^  A  1  =  126  15  '  0  Ai-h 

6^  A  1-2=137  15  0  Al-h 


:118°  25' 

160  11 
lU  13 


2-1  A  2-1,  top,  =  69°  30' 
l-l  A  l-i,  top,  =  108  26 
/  A  ^'-^=121  55 


583 


584 


584a 


685 


Crystals  usually  having  0  striated  parallel  to  the  shorter  diagonal.  Cleav- 
age :  /imperfect;  -^'-i  distinct ;  1-^- imperfect.  Twins:  composition-face/. 
(1)  Consisting  of  two  individuals  ;  (a)  the  two  parts  with  the  planes  i-\ 
largely  and  normally  developed,  f.  581:  and  581:A,  the  latter  a  section ;  pris- 
matic angles  116°  10'  (  =  / A  /)  and  121^  55'  (=/A^-^)  with  the  reentering 
angle,  and  also  the  opposite  salient,  116^  10';  (p)  i-l  undeveloped  on  one 
side,  and  the  form  consequently  a  six-sided  prism,  f.  585,  and  a  section  in 
f.  588a,  and  having  three  angles  of  116°  10'  (namely,  I A  I,  T  A  1' ,  and 
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i-i  A  i-iy  two  of  121°  55'  (I  A  i-i),  and  one  of  127°  40'  (I  A  /') ;  the  simple 
form  of  f.  5S5  is  shown  in  f.  5S3  ;  (c)  similar  to  f.  584,  but  penetration 
twins,  the  two  parts  penetrating  and  crossing  one  another  at  middle,  as  in 
f  5SG,  a  transverse  section  of  which  is  shown  in  f,  587  (it  may  also  be 
regarded  as  consisting  of  1  individuals,  arranged  as  represented  by  the  4 
nucleal  rhombs  at  tlie  centre  off.  587.  but  two  by  intersection  may  produce 
the  same  result).    (2)  Consisting  of  more  than  two  individuals    {a)  com- 


bined about  the  acute  angle,  as  the  form  consisting  of  three  individuals,  in 
f.  588b,  a  view  of  base,  or  section,  the  dotted  lines  showing  the  relations 
of  the  constituent  parts ;  by  extension  of  the  combined  crystals  the  form 
may  be  a  hexagonal  prism,  either  of  simple  juxtaposition  "or  of  penetra- 
tion ;  also  consisting  of  more  than  three  individuals,  588c  ;  {Jj)  combined 
about  the  obtuse  angle,  as  in  f.  5S8d,  which,  by  the  extension  of  the 
parts,  may  become  a  Jiexagonal  prism  with  or  without  reentering  angles  ; 
also  in  f.  588e,  in  which  "the  three  individuals  extend  across  the  mid- 
dle, making  a  penetration  tAvin,  as  illustrated  by  the  numbering  of  the 
parts.  The  penetration  or  crossing  twins  often  have  the  ditferent  parts 
very  unequally  developed  (one  or  two  of  the  three  individuals  extending 
across  and  not  the  other)  and  also  of  very  unequal  dimensions.  Figures 
588b  to  E  are  views  of  base  of  prism,  showino;  the  usual  strife  parallel  to 
the  shorter  diagonal ;  angle  ?/i=r/— 116''  10',  ?i=127^  4U',  .^=168''  30'.  (3) 
Twinning  often  many  times  repeated  in  the  same  crystal,  producing  suc- 
cessive reversed  layers,  the  alternate  of  which  may  be*^  exceeding.y  thin,  a 
structure  illustrated  in  f  588f  ;  often  so  delicate  as  to  produce  by  the  suc- 
cession a  line  striation  of  the  faces  of  a  prism  or  of  a  cleavage  plane. 

Also  globular,^  reniform,  and  coralloidal  shapes  ;  sometimes  columnar, 
composed  of  straij^ht  or  divero-ent  tibres  ;  also  stalactitic  ;  incrustino-. 

H.  =  3-5-4.  G.  =  2-931,  Haidino-er  ;  2-927,  Biot ;  2-945-2-947.  small 
crystals,  and  others  when  pulverized.  Beudant :  2-932,  fr.  Kammsdorf, 
Schmid.    Lustre  vitreous,  sometimes  inclining  to  resinous  on  surlaces  of 
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fracture.  Color  white  ;  also  gray,  yellow,  green,  and  violet ;  streak  nuco]- 
ored.    Transparent — translucent.    Fracture  subconchoidal.  Brittle. 

Var. — 1.  Ordinary,  {a)  Crystallized  in  simple  or  compound  crystals,  the  latter  much  the  mosl 
common ;  often  in  radiating  groups  of  acicular  crystals,  (&)  Columnar ;  a  fine  fibrous  variety 
with  sUky  lustre  is  called  Satin  spar,    (o  Massive. 

'1.  Scaly  massae;  snow-white  (Schaumkalk):  G.  =  2-9S4;  from  Wiederstadt,  a  pseudomorph 
after  gypsum. 

3.  Sialactitic  or  stalagraiiic  (either  compact  or  fibrous  in  structure) ;  as  with  calcite ;  Sprudel- 
stein  is  stalactitic  from  Carlsbad. 

4.  Coralloidol ;  in  groupings  of  delicate  interlacing  and  coalescing  stems,  of  a  snow-white  color, 
and  looking  a  httle  like  coraL 

5.  Tamoiicite ;  a  kind  containing  carbonate  of  lead,  from  Tarnowitz  in  Silesia;  it  has  //.  /= 
116"  13',  and  0  .\  1-1=144'  15\  Websky. 

Mossottiie  is  a  hght  green,  columnar,  radiated  variety,  from  the  Lias  of  G^erfalco,  in  Tuscany, 
containing  nearly  7  p.  c.  of  carbonate  of  stroutian  and  a  trace  of  copper;  G.  =  2-884.  Oserrskite  is 
only  columnar  aragonite  from  Xertschinsk.  Silesia  ;  G.  =  2-854— 2  b55. 

Slender  crystals  from  Gross-Kammsdorf.  upar  Saalfeld,  owe  their  tapering  form  to  the  planes 
9-i,  6,  and  9  (  Sohmid,  Fogg.,  cxxvi.  147).    Rgs.  oS3,  585,  58«  are  from  Xaumann. 

Comp. — Ca  C.  Uke  calcite,  =  Carbonic  acid  44.  lime  56=100.  Analyses:  1-4,  Stromeyer  (De 
Arag. ;  also  Schw.  J.,  xiii.  :-:62,  490,  Gilb.  Ann.,  xliii.  xlv.  xlviL  xlix.  li.  Hv,  MiL) ;  5,  6,  Xendtwich 
(YersammL  ung.  Xaturf  Xeusohl,  1846) ;  7,  Bottger  (Fogg.,  xlvii  497 j ;  8,  Stieren  (Ajch.  Fharm., 
II.  IxiL  31) ;  9,  Wmkler  (B.  H.  Ztg.,  xxiv.  319j : 


CaC 

SrC 

1. 

Brisgau 

97  0963 

2-4609 

2. 

Xenscldnsk 

97-9334 

1-0933 

Eschwege 

96-1841 

2-2;;90 

4. 

Aussig 

98-00 

1-0!  45 

5. 

Herreugrund 

98-62 

0-99 

6. 

Eetzbanya 

99-31 

0-06 

7. 

Tarnoici'tzite 

95-940 

3-859 

8. 

Fapenberg 

97-39 

2-22 

9. 

Alsiou-jloor 

97 -35 

H  3Fe^H= 

0-4102   =99-9674  Stromeyer. 

0-2578   =99-3345  Stromeyer. 

0-3077      0-2207  =  98-9515  Stromeyer. 
0-2139     0-1449=99-:-;733  Stromeyer. 
017    3Fe  0-11=99-89  Xendtwich. 
0-33  CuC  0-19=99-89  Xendtwich. 

0-157   =99-956  Buttger. 

   =H  o-:j9=10ij  Stieren. 

 ,  Mg  C  2-49,  Ca  F  fr.=99-84  W. 


Delesse  finds  in  the  aragonite  of  Herrengrund,  near  Xeusohl,  Hungary,  no  strontia,  and  0-13 
p.  c.  of  water.  A  Thurnberg  variety  afforded  E.  Riegel  (Jahrb.  pr.  Fharm..  xxiii.  348),  2*2  p.  c. 
of  carbonate  of  stroutian.  A  fibrous  variety  from  Dufton  in  Cumberland  afforded  4'25  p.  c.  of 
Mn  C. 

Kersten  detected  2-19  p.  c  of  carbonate  of  lead  in  one  specimen.  The  Sprudelstein  of  Carlsbad 
contains  0-69  p.  c.  of  fluorid  of  calcium  and  ir27  of  arsenic.  Jenzsch  reports  most  aragonites  as 
containing  fluorine,  and  finds  in  one  of  unknown  locality  Ca  F  3-^7,  Ca'P  1-24  p.  c. ;  G.  =  2-830. 

Luea  gives  for  the  Mo>>soU>te  (1.  c.)  0  41-43,  Ca  50-08,  Sr  4  69,  Cu  0-95,  Fe  0-S2,  F  <r.,  H  1-36— 
99 -yy.    Flattner  found  only  carbonate  of  lime  in  the  oserskite. 

Ar:>gonite  and  calcite  were  the  first  case  of  dimorphism  observed.  Kirwan  suggested  in  1794 
that  the  prismatic  form  was  due  to  the  presence  of  strontia,  which  Stromeyer  disproved  in  1813. 

Pyr.,  etc. — B.B.  whitens  and  falls  to  pieces,  and  sometimes,  when  containing  strontia,  imparts 
a  more  intensely  red  color  to  the  flame  than  lime :  otherwise  reacts  Uke  calcite. 

Obs. — The  most  common  repositories  of  aragonite  are  beds  of  gypsum,  beds  of  iron  ore  (where 
it  occurs  in  coralloidal  forms,  and  is  denominated  ji/is-fei'ri,  -'jioioer  of  iron''''),  basalt,  and  trap  rock ; 
occasionally  it  occurs  in  lavas.  It  is  often  associated  with  copper  and  iron  pyrites,  galenite.  and 
malachite.  It  is  forming  at  an  old  mine  in  Monte  Yasa.  Italy,  at  a  temperature  below  the  boiling 
point  of  water.  It  constitutes  the  pearly  layer  of  shells.  Minute  pointed  crystals  occur  in  drusy 
cavities  in  the  sinter  of  the  thermal  springs  of  Baden. 

First  discovered  in  Aragon,  Spain  (whence  its  name,  the  word  in  Spain  having  but  one  r\  at 
Mohna  and  Valencia,  near  Migranilla,  in  six-sided  prisms,  with  gypsum,  imbedded  in  a  ferruginous 
clay.  Sini?e  found  at  Biliu  in  Bohemia,  in  a  vein  traversing  basalt  in  fine  prisms :  at  Breisgau  in 
Baden ;  at  Baumgarten  and  Tarnowitz  in  Silesia ;  at  Leogang  in  Salzburg,  Austria  ;  in  Waltsch, 
Bohemia,  and  many  other  places.  The  jios-ferri  variety  is  found  in  great  perfection  in  the  Sty- 
rian  mines,  coaling  cavities  and  even  caves  of  considerable  extent,  and  associated  with  .-spathic 
iron.  At  Dufton.  a  silky,  fibrous  variety,  called  saUn  spar,  occurs  traversing  shale  in  thin  veins, 
generally  associated  with  pyrite.  In  Buckinghamshire,  Devonshire,  etc.,  it  occurs  in  stalactitic 
forms  in  caverns,  and  of  snowy  whiteness  at  Leadhills  in  Lanarkshire. 
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Ara.s:onite  in  fibrous  crusts  and  other  forms  occurs  in  serpentine  at  Hoboken,  N.  J.  (it  liaa 
been  called  maguesite).  Coralloidal  aragonite  occurs  sparingly  at  Lockport,  X.  Y  ,  coating  gypsum 
in  geodes;  at  Edenville,  K  Y.,  lining  cavities  of  arsenopyrite  and  cube  ore;  at  the  Parish  ore 
bed,  Rossie,  Y. ;  at  Iladdam,  Conn.,  in  thin  seams  between  layers  of  gneiss  ;  at  Xew  Garden, 
in  Chester  Co.,  Penu. ;  at  Wood's  Mine,  Lancaster  Co.,  Ponu. ;  at  "Warsaw,  111.,  hning  geodes;  on 
the  north  boundary  of  the  Creek  nation,  16  m.  from  the  crossing  of  the  Arkansas,  in  hexagonal 
crystals  nearly  i  in.  through. 

Alt. — Aragonite  may  undergo  similar  changes  with  calcite.  It  also  passes  to  calcite,  through 
paramorphism,  Pseudomorphs  of  copper  after  aragonite  are  reported  from  Bohvia,  and  also 
from  Corocoro,  Peru. 


725.  MANGANOCALOITB. 


Manganocalcit  Breith.. 
Braunspath  Wern. 


Fasriger 


In  rliombic  prisms  like  aragonite,  and  closely  related  to  that  species. 
Cleavage  lateral,  also  bracliydiagonal.    Radiated  fibrons  or  columnar. 

ll.=4:—D.  G.=:3-037.  Lustre  vitreous.  Flesli-red  to  dull  reddish- 
white.    Streak  colorless.  Translucent. 

Comp.— 2  Mn  C  +  (Ca,  Mg)  C,  with  a  httle  of  the  manganese  replaced  by  iron ;  or  of  the  genera] 
formula  11  C.  Analyses:  1,  Rammelsberg  (Pogg.,  Ixviii.  oil);  2,  Missoudakis  (Jahrb.  Min.  184.6, 
614): 

1.  Mn  C  67-48       Fe  C  3-22       Mg  C  9-97       Ca  C  18-81  =  99-48  Ramm. 

2.  77-98  3-31    18-7 1  =  10U  Missoudakis. 

Pyr.,  etc. — Same  as  for  rhodochrosite. 

Obs. — From  Schemnitz  in  Hungary,  with  quartz,  blende,  galenite,  etc. 

Thomaite  Mayer  (Jahrb.  Min.  1845.  200).  A  carbonate  of  iron,  occurring  in  pyramidal  crys- 
tallizations which  are  said  to  be  orthorhombic ;  also  massive.  G-.=:8-10.  Lustre  pearly.  Au 
analysis  by  Meyer  afforded  C  33-39,  Fe  53-7-2,  Mn  Q-tiS,  Mg  0-43.  Ca  1'52,  ^1  4-25,  Si  ti  04=100. 
From  Bleis-Bach,  in  Siebengebirge.    Named  after  Prof  Thoma  of  Wiesbaden. 

Junckerite  of  Dufrenoy  was  described  as  having  the  same  characters,  but  proved  to  be  only 
common  spathic  iron  ;  and  the  same  fate  may  befall  thomaite. 

726.  WITHERITE.  Terra  ponderosa  aerata  Withering,  Trl.  Bergm.  Sciagr.,  29,  1783,  Phil. 
Trans.,  293,  1784.  Witherit  Wern.,  Bergm.  J.,  1790,  ii.  225.  Aerated  Barytes  Watt,  Mem. 
Manchester  Soc,  iii.  599,  1790.  Barolite  Kinuan,  Min.,  i.  134,  1794.  Kohlensaurer  Baryt 
Germ.    Baryte  carbonatee  Fr. 


Orthorhombic.     /A  7=118°  30',  0  M-i-. 


589 


590 


594 


595 


1  :  1-6808.  Observed  planes,  7,  f  ^  1,  |,  2.  0  ^  1  =  121°  35i',  7a  1  = 
11:5°  24|-', /A  2=160°  58i',  7a|=155°  18^,  7Ai=125°  57f,  7a^  = 
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109°  55f* ,  1  A  1,  mac.,==130°  13',  brach.,  89°  57\  bas.,  110°  49'.  Twins  : 
all  the  annexed  ligures,  composition  parallel  to  /;  reentering  angles  some- 
times observed.  Cleavage:  /  distinct;  also  in  globnlar,  tuberose,  and 
botryuidal  forms ;  structure  either  columnar  or  granular ;  also  amor- 
phous. 

H.=:3  — 3-75.  G.=:1'29— ±-35.  Lustre  vitreous,  inclining  to  resinous, 
on  surfaces  of  fracture.  Color  white,  often  yellowish,  or  grayish.  Streak 
white.    Subtransparent — translucent.    Fracture  uneven.  Brittle. 

Comp. — Ba  0=Carbonic  acid  22'3,  baryta  77'7  =  100.  Analyses  of  the  Anglezarke  mineral : 
Klaprotb  (BeiLr.,  i.  2f.O,  ii.  S4j  obtained  C  22,  Ba  78;  Withering  (1.  c.),  C  21-4,  Ba  TiS-6. 

Thomson's  Sulphaio-carhonait  of  Baryta  (Ree.  Gen.  Sci.,  i.  3T5,  1835,  and  Min.,  i.  lOG)  is  wither- 
ite  iucrusted  by  barite,  as  shown  by  Heddle  (Phil  Mag.,  IV.  xiii.  o37),  who  analyzed  specimens 
from  Hexham  in  Northumberland,  and  Dufton  Fells  in  Westmoreland. 

Pyr.,  etc.— BB.  fuses  at  2  to  a  bead,  coloring  the  flame  yellowish  green ;  after  fusion  reacts 
alkaline.  B.B  on  charcoal  with  soda  fuses  easily,  aud  is  absorbed  by  the  coal.  Soluble  in  dilute 
muriatic  acid ;  this  solution,  even  when  very  much  diluted,  gives  with  sulphuric  acid  a  white 
precipitate  which  is  insoluble  in  acids. 

Obs. — Occurs  at  Alston-Moor  in  Cumberland,  associated  with  galenite,  in  veins  traversing  the 
coal  formation;  at  Fallowfield  near  Hexham  in  Northumberland,  in  splendid  crystals,  sometimes 
transparent,  and  occasionally  6  in.  long ;  at  Anglezarke  in  Lancashire,  a  fibrous  variety ;  at  Arken- 
dale  in  Yorkshire ;  near  St.  Asaph  in  Flintshire;  Tarnowitz  in  Silesia;  Szlana,  Hungary;  Leo- 
gang  in  Salzburg ;  Peggau  in  Styria ;  Zmeofl'  in  the  Altai ;  some  places  in  Sicily ;  the  mine  of 
Ai'queros,  near  Coquimbo,  Chili ;  L.  Etang  Island ;  near  Lexington,  Ky.,  with  barite. 

Witherite  is  extensively  mined  at  Fallowfield,  and  is  used  in  chemical  works  in  the  manufac- 
ture of  plate-glass,  and  in  France  in  making_beet-sugar. 

Alt. — Witherite  is  altered  to  barite  (Ba  S)  through  the  action  of  sulphate  of  lime  in  solution 
at  the  ordinary  temperature,  or  by  the  action  of  other  sulphates  in  solution,  or  of  water  contain- 
ing sulphuric  acid. 

727.  BROMLITE.  Barytooalcite  J.  F.  W.  Johnston,  Phil.  Mag,  IIL  vi.  1,  1835,  x.  373,  1837. 
Bicalcareo-carbonate  of  Barytes  (from  a  wrong  anal.)  Thomson,  Rec.  Gen.  Sci.,  i.  373,  1835. 
Bromhte  Thorns.,  Phil.  Mag.,  xi.  45,  48,  1887.    Alstonite  Breith.,  Handb.,  ii.  255,  1841. 

Orthorhombic.  I^  7=118°  50',  DescL,  0  A  1-^=128°  39^;  a'.h:c= 
i'2504:  :  1  :  1*6920.  Observed  planes:  O  ;  prism,  /;  octahedrons,  1,  2; 
domes,  14,  24.  0  A  14=143°  32^',  14  A  14,  bas.,  =  72°  55',  24  A  24,  bas., 
=  111°  50',  1  A  1,  mac.,  =  130°  27',  1  A  1,  brach.,  =  89°  40'.  Twins  :  double 
six-sided  pyramids,  with  angles  122°  30',  and  142° ;  reentering  angle  178° 
51^    Cleavage  :  /  and  0  rather  indistinct. 

H.=4— 4-5.  G.  =  3'718,  Thomson  ;  3'706,  Johnston.  Lustre  vitreous. 
Colorless,  snow-white,  grayish,  pale  cream -color,  pink.  Translucent.  Frac- 
ture o^ranular  and  uneven. 

Comp.— BaC  +  CaC,  Uke  barytooalcite =Carb.  baryta  66-3,  carb.  lime  33-7  =  100. 
Analyses:  1.  Johnston  (1.  c);  2,  Thomson  (Phil.  Mag.,  xi  45);  3,  Delesse  (Ann.  Ch.  Phys., 
III.  xiii.  425);  4,  v.  Hauer  (Ber.  Ak.  Wien,  iv.  832,  1853) : 


BaC 

CaO 

SrC 

MnC 

1.  Bromley 

62-16 

30-29 

6-64 

=  99-9  Johnston. 

2.  Fallowfield 

60-G8 

30-19 

9-18: 

=  100  Thomson. 

3.  " 

65-31 

32-90 

1-10 

gi  0-20,  Mn  0-16  =  99-67  Delesse. 

4.  " 

65-71 

34-29 

» 

Si  i:r.=  100  Hauer. 

Pyr.,  etc. — Same  as  in  barytooalcite. 

Obs. — Found  at  the  lead  mine  of  Fallowfield,  near  Hexham  in  Northumberland,  with  witherite , 
and  at  Bromley  Hill  near  Alston  in  Cumberland,  in  veins  witli  galenite,  whence  the  name  Broni- 
Hie,  given  by  Thomson.    JMost  English  mineralogical  authors  liave  set  aside  Thomson's  naraej 
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aithougli  the  earliest  aad  of  British  origin,  for  Breitliaupt's. 
reason  for  tliis. 


There  appears  to  be  no  sufficient 


728.  STRONTIANITE.  Strontianit  Sulzer,  Lichtenberg's  Mag.,  vii.  3,  68,  Bergm.  J.,  1791,  L 
5,  433.  Strontiau  Wem.  Strontianit  Kohlensaure  Stroutianerde,  Klapr.,  Crell's  Ann.,  1703j 
ii.  189;  1794,  i.  99;  Beitr.,  i.  268.  Mineral  from  Strontian,  Strontian  Spar  {not  Strontit,2s  = 
Strontia),  Hope,  Edinb.  Trans.,  iv.  3,  1798  (Art.  read  Kov.,  1793).  Carbonate  of  Strontian, 
Strontiane  carbonatee  Fr. 

Eramouite,  Calcareo-carbonate  of  Strontian,  Thomson,  Rec.  Gen.  Sci.,  iii.  415,  1836.  Bary- 
strontianite,  Stromnite,  -S.  Traill,  Ed.  Phil.  J.,  i.  380,  1819. 


Ortliorhombic.  /A  /=.117°  19^  0  A  1--^=130^ 
Observed  planes  :  octahedrons,      |,  1 


1-6421. 

l-i  "  ^ 


I,  24,  44,  64,  84,  124. 


0  ;  a 

3  9 


h  :  c=l-18S3  :  1  : 
3,  4,  8 ;  domes,  ^4, 


0  Ahl=^Ur  17 
0/\i=UD  11 
0  A  l=zl25  43 


6>  A  14=144°  6' 
14  A  14,  bas.,  =  71 

24  A  24, 


48 


bas.,=:110  44 


1  A  1 
1  A  1 
1  A 


mac,  =  130° 


bracli 


1,  bas.,  =  lU8  60 


V 
)2  11 


Cleavage :  1  nearly  perfect, 
in  divergent  groups. 


14  in  traces.  Crystals  often  acicnlar  aiul 
like  those  of  arao-onite.    0  iisuallv  striated 


Twins 

parallel  to  the  shorter  diagonal.    Also  in  colum- 
nar globular  forms ;  fibrous  and  granular. 

H.  =  3-5-4.  G.  =  3-605  — 3-713.  Lustre  vit- 
reous ;  inclining  to  resinous  on  uneven  faces  of 
fracture.  Color  pale  asparagus-green,  apple- 
green  ;  also  white,  gray,  yellow,  and  yellowish- 
brown.  Streak  white.  Transparent — translu- 
cent.   Fracture  uneven.  Brittle. 

Comp. — Carbonate  of  Strontia,  Sr  C=Carbouic  acid  29-8,  strontia  70  2  ;  bat  a  small  part  of  the 
strontia  often  replaced  by  lime. 

Analyses:  1,  Klaproth  (Beitr.,  i.  270,  ii.  84);  2,  Stromeyer  (Unters.,  i.  193);  3,  Thomson  (Min^ 
i.  108);  4,  Stromeyer  (1.  c);  5,  Jordan  (Schw.  J.,  Ivii.  344);  6,  Redicker  (Pogg.,  1.  191);  7, 
Schnabel  (Ramm.  5th  Suppl.) ;  8,  Yon  der  Mark  (Yerh.  nat.  Yer.  Bonn,  vL,  Jahrg.,  27  i): 


596 

y     ~  '  \  — 5. 

/i  

-     _L  ^ 

I 

V  

1 

C 

Sr 

Ca 

Fe 

Mn 

H 

1. 

Strontian. 

30-0 

69-5 

0-5  =  100  Klapr. 

2. 

a 

30-31 

65-60 

3-47 

0-07 

0-07  =  99-52  Strom. 

3. 

u 

30-66 

60-53 

3-52 

0-01 

 =  99-72  Thomson. 

4. 

Briinnsdorf,  Sax. 

29-94 

67-52 

1-2S 

0-09 

0-07  =  98-y0  Strom. 

5. 

Clansthal  lohite 

30-59 

65-14 

3T.4 

0-25  =  99-62  Jordan. 

6. 

Hamm,  Westph. 

30-80 

65-30 

3-82 

0-1(8=100  Redicker. 

7. 

30-86 

64-32 

4-42 

 =99-60  Schnabel. 

8. 

((  (( 

80-84 

63-57 

4-80 

 =99-21  Mark. 

Thomson  obtained  in  his  emmonite  d.  c.)  Sr  C  82-69,  Ca  C  12-50,  Fe  I'OO,  zeolite  3-79=99-98. 
Traill's  stromniie  afforded  him  Sr  (J  6S-6,  Bi  S  (barite)  27-5.  Ca  C  2-6,  oxyd  of  iron  U'l  ;  color 
grayish-white;  G-.=3-703,  It  is  pronounced  a  mixture  by  Greg  and  Lettsom.  It  is  from  near 
Stromness,  on  Pomona,  one  of  the  Orkneys. 

Pyr.,  etc. — B.B.  swells  up.  throws  out  minute  sprouts,  fuses  only  on  the  thin  edges,  and  colors 
the  flame  strontia-red  ;  the  assay  reacts  alkaline  after  ignition.  Moistened  with  muriatic  acid  and 
treated  either  B.B.  or  in  the  naked  lamp  gives  an  intense  red  color.  With  soda  on  charcoal  the 
pure  mineral  fuses  to  a  ciear  glass,  and  is  entirely  absorbed  by  the  coal ;  if  lime  or  iron  be  present 
they  are  separated  and  remain  on  the  surfi^ce  of  the  coal.  Soluble  in  muriatic  acid;  the  dilute 
solution  when  treated  with  sulphuric  acid  gives  a  white  precipitate. 

Obs. — Occurs  at  Strontian  in  Argyleshire,  in  veins  traversing  gneiss,  along  with  galenite  and 
barite.  in  acicnlar  diverging  and  fibrous  groups,  rarely  in  perfect  crystals;  in  Yorkshire,  England- 
Giants  Causeway,  Ireland;  Clausthal  in  the  Harz;  Brauusdorf,  Saxony;  Leogang  in  Saltzburg. 
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In  the  U.  States  it  occurs  at  Schoharie,  N.  Y.,  in  granular  and  columnar  masses,  and  also  is 
crystals,  Ibrming  nests  or  geodes,  often  large,  in  the  hydraulic  hmestone,  associated  with  barite 
pyrite,  and  calcite.  At  Muscalougc  Lake  a  massive  and  fibrous  variety,  of  a  white  or  greenish- 
white  color,  is  sometimes  the  matrix  of  fluorite.  Chaumont  Bay  and  Theresa,  in  Jefferson  Co., 
N.  Y.,  are  other  localities. 

Alt, —  Strontianite  is  altered  to  celestite  in  the  same  way  as  witherite  to  barite. 

729.  CERUSSITE.  ^VifjvOiov  Theophr.,  etc.,  Cerussa  P/^w.,  etc.,  Agric,  hut  only  the  artificial 
Cerussa  nativa  ex  agro  Yiceutino  Gesner,  Foss.,  85,  1565.  Blyspath  (=:Bleispath  Genu.), 
Minera  Plurabi  spathacea,  Wall.,  Min.,  295,  1747.  Plomb  spathique  Fr.  Trl.  "Wall.  Mm.,  i,  536, 
1753.  Bly-Spat,  Spatum  Plumbi  (the  hard);  Bly-Ochra,  Cerussa  nativa  (the  pulverulent\ 
Cronst,  Min.,  1758.  Plumbum  acido  aereo  minerahsatum  Bergm.,  Opusc,  ii.  426,  1780.  AVeiss- 
bleierz  Wern. ;  Plombe  blanche  Fr. ;  White  Lead  Ore.  Kohlensaures  Blei  Genu. ;  Carbonate 
of  Lead;  Plomb  carbonate  Fr.  Ceruse  Beud.,  Tr.,  ii.  863,  1832.  Cerussit  Said.,  Handb..  5u3, 
1845.    Igiesiasite  (Ziuc-Bleispath  Kersten)  Euot,  Min.,  618,  1841. 

Orthorhombic.  I A  1=117°  I'S',  0  A  l-^=130°  9^' ;  a  :  h  :  c=l-lS52  : 
1  :  1*6388.  Observed  planes  :  0 ;  vertical,  /,  i-l,  ^t-S,  1-J  ;  domes,  -J-I, 
^l,  1-2,  2-1 ;  ^-l,  i-i,  14,  2-1,  34,  i-l ;  octaliedral,  |-,  i,  1 ;  2-2,  2-2,  1-2,  1-3. 
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599 


600 


6^  A  1  =  125° 
0  Ai-l=U9 

0  A  l-^^ll-l 
0  A  2-1=12^ 
lAi-l=121 
i-l  A  2-1=115 
i-l  A  ^-^=109 


16' 
21 
8 

10 
21 
20 
53 


24  A  2-^,  bas., 
14,  bas.. 


110°  40' 
l-l  A  14,  bas.,  =  71  11 

1-  l  A  -^4,  bas., =39  45 

2-  5  A  2-S,  ov.  -^4,  =  122  43 


mac,  =  130 
brack., =92  19 
bas., =108  28 


iisiiallv 
similar 


Cleavage  :  /often  imperfect ;  2-1  hardly  less  so.  Ciys- 
tals  usually  thin,  broad,  and  brittle ;  sometimes  stout. 
Twins  :  very  common  ;  composition  face  /,  producing 
cruciform  or  stellate  forms.  1.  Consisting  of  two  individuals  ;  {a) 
to  f.  581  under  aragonite,  p.  691,  or  to  f.  600  if  the  left  of  the  three 
rays  were  wanting  ;  (h)  cruciform,  similar  in  mode  of  intersection  to  f.  586, 
587,  p.  695.  2.  Consisting  of  more  than  two  individuals  ;  («)  three-rayed, 
f.  600,  a  view  of  a  section,^  showing  at  centre  the  position  of  the  three  com- 
bined crystals  ;  (h)  six-rayed,  f.  599,  which  may  consist,  like  the  last,  of 
three  combined  crystals,  if  the  crystals  cross  at  centre  so  as  to  make  a  pen- 
etratiou-twin ;  the  forms  sometimes  thin,  as  in  f.  599,  but  often  consisting 
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of  stout  crystals  similar  in  form  to  f.  597,  the  planes  I  in  tliis  form  having 
the  same  position  as  /,  /  in  f.  599. 

Earely  librous,  often  granular  massive  and  compact.  Sometimes  stalac- 
titic. 

H.  =  3  — 3'5.  G.=^0-4r)5  — G4S0  ;  some  earthy  varieties  as  low  as  5*4. 
Lubtre  adamantine,  inclining  to  vitreous  or  resinous;  sometimes  pearly; 
sometimes  submetallic,  if  the  colors  are  dark,  or  from  a  superficial  change. 
Color  white,  gray,  grayish-black,  sometimes  tinged  blue  or  green  by  some 
of  the  salts  of  copper ;  streak  uncolored.  Transparent — subtranslucent. 
Fracture  conchoidal.    Very  brittle. 

Oomp. — f b  C=Carbonic  acid  16-5,  ox.yd  of  lead  83-5  =  100.  Analyses:  1,  Westrumb  (1.  c); 
2,  Klaproth  (Beitr.,  iii.  1G7);  3,  J.  A.  Phillips  (Q.  J.  Ch.  Soc,  iv.  175);  4,  Bergemaun  (Chem. 
Uuters.  Bleib.,  167,  175);  5,  J.  L.  Smith  (Am.  J.  Sci.,  II.  xx.  245) : 


C 

1. 

Zellerfeld 

16-00 

81-20,  Fe  0-50,  Ca  0  90  =  98-60  Westrumb. 

2. 

Leadhills 

16 

82  =  98  Klaproth. 

8. 

Durham 

16-05 

83-56  =  99  61  Phillips. 

4. 

Eifel 

16-49 

83  51  =  100  Bergemann. 

5. 

Phenixville,  Pa. 

16-^8 

83-76  =  100-14  Smith. 

Stalactites  from  Brigham's  diggings,  Wis.,  afforded  J.  D.  Whitney  (TJpp.  Miss.  Eep.,  291,  1862) 
Carbonate  of  lead  93  84,  of  lime  U-18,  of  magnesia  tr.^  sesquioxyd  of  iron,  etc.,  1-42,  clay  and  sand 
3-4o  =  99-27.  Kersten  obtained  for'  the  iglesiasite  (Schw.  J.,  Ixv.  365)  tb  C  9210,  2nC  7-02  = 
99-1 2  =  6  l»bC  +  2nC. 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  loses  carbonic  acid,  turns  first  yellow,  and  at  a 
higher  temperature  dark  red,  but  becomes  again  yellow  on  cooling.  B.B.  on  charcoal  fuses  very 
easily,  and  in  R.F.  yields  metaUic  lead.    Soluble  in  dilute  nitric  acid  with  effervescence. 

Obs. — Occurs  in  connection  with  other  lead  minerals,  and  is  formed  from  galenite  (sulpliid  of 
lead),  which,  as  it  passes  to  a  sulphate,  may  be  changed  to  carbonate  by  means  of  solutions  of 
bicarbonate  of  lime.  It  is  f  jund  at  Johanngeorgenstadt  in  beautiful  crystals ;  at  Nertschinsk  and 
Beresof  in  Siberia  ;  near  Bonn  on  the  Rhine  ;  at  Clausthal  in  the  Harz  ;  atBleiberg  in  Carinthia; 
at  Mies  and  Przibram  in  Bohemia;  at  Retzbanya,  Hungary:  in  England,  in  Cornwall,  in  the  mine 
of  St  Miuvers  ;  delicate  crystals  10  in.  long  were  formerly  found  near  St.  Austell  and  elsewhere; 
at  E.  Tamar  mine,  Devonshire ;  near  Matlock  and  Wirksworth,  Derbyshire ;  in  Cardiganshire, 
Wales  :  at  Leadhills  and  Wanlockhead.  Scotland,  formerly  in  fine  crystals ;  in  Wicklow,  Ireland, 
magnificent,  sometimes  in  heart-shaped  macles.  In  pseudomorphs,  imitating  anglesite  and  lead- 
hiUite,  at  Leadhills. 

Found  in  Mass.,  sparingly  at  the  Southampton  lead  mine.  In  Penn.^  at  Phenixville,  in  fine  crys- 
tals, often  large ;  also  good  at  Perkiomen.  In  K  York,  at  the  Rossie  lead  mine,  but  rare.  In 
Virghiia,  good  crystals  at  Austin's  mines,  Wythe  Co.  In  K  Carolina,  at  King's  mine,  Davidson 
Co.,  good.  At  Yalle's  diggings,  Mo.,  but  seldom  crystallized;  in  Wisconsin  and  other  lead  mines 
of  the  northwestern  States,  rarely  in  crystals  ;  near  the  Blue  Mounds,  Wis.,  at  Brigham's  diggings, 
in  stalactites. 

Alt. — Cerussite  occurs  altered  to  pyromorphite,  or  phosphate  of  lead ;  probably  through  the 
action  of  waters  holding  phosphate  of  hme  in  solution  ;  also  to  galenite  (PbS)  through  the  action 
of  sulphuretted  hydrogen,  and  minium  by  oxydation ;  also  to  breunerite,  malachite,  and  chryso- 
coUa. 


730.  BARYTOOALCITE.    Brooke,  Ann.  Phil.,  IL  viii.  114,  1824. 

Monochnic.  (7=73°  52',  7a /=10G°  54',  6>  A  1-1=149°  ;  a  :  h  :  c- 
0-S1035  :  1  :  1-29583.  0  A  1-^'=147°  34',  0  A  ^-^=106°  8',  i-i  A  W=138" 
34',  i-l  A  ?-2=124°,  2-2  A  2-2,  over  6-6,  =  95°  8',  6-6  A  6-6,  adj. ,  =  146°  6', 
Cleavage  :  /,  perfect ;  0,  less  perfect ;  also  massive. 
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H.=i.  G.=:3-G363-3-66.  lustre  vit- 
reous, inclining  to  resinous.  Color  wliite^ 
grayish,  greenish,  or  yellowish.  Streak 
white.  Transparent — translucent.  Fi-ac- 
ture  uneven. 

Comp,— Sa  0  +  Ca  C={i  :6a+^  Ca)  C=Carbonate  of 
baryta  G6'3,  carbonate  of  lime  83-7  =  100.  Analyses:  1, 
Children  (Ann.  Phil,  viii.  115);  2,  Delesse  (Ann.  Ch. 
Pharm.,  111.  xiii.  425)  : 

Sa  C    Ca  C  Si 

1.    Go-9     33-6   =99-5  ChUdren. 

2     66-20    31-«9    0  27  =  98-36  Delesse. 

Pyr.,  etc. — B.B.  colors  the  flame  yellowish-green, 
and  at  a  high  temperature  fuses  on  the  thin  edges  and  assumes  a  pale  green  color  ( manganate  of 
baryta,  Plattner) ;  the  assay  reacts  alkahne  after  ignition.  With  the  fluxes  reacts  for  manganese. 
With  soda  on  charcoal  the  lime  is  separated  as  an  infusible  mass,  while  the  remainder  is  absorbed 
by  tlie  coal.    Soluble  in  dilute  muriatic  acid. 

Obs. — Occurs  at  Alston-Moor  in  Cumberland,  in  attached  crystals  and  massive,  in  the  Subcar- 
boniferous  or  mountain  limestone.  Pig.  60-i  is  from  Brooke  and  Miller.  Crystals  2  in.  long  have 
been  obtained. 


731.  PARISITE.    Musite  Medici- Spada,  1835.    Parisit  Medici-Spada,  Bunsen,  Ann.  Ch. 

Pharm.,  liii.  147,  1845. 

Hexagonal.  In  elongated  doable  six-sided  pyramids,  with  truncated 
apex  ;  basal  angle  164°  58',  pyramidal  ISC'"  34'.  Cleavage  :  basal,  very 
perfect. 

H.=4-5.  G.=4:-35,  Bunsen;  4-317,  Dufr.  Yitreous  ;  cleavage-face 
pearly  or  resinous.    Color  brownish-yellow ;  streak  yellowish-white. 

Comp.— (Ce,  La,  i)i)  C+^(Ca,  Ce)F;  whence,  making  Ce  :  La  :  Di=4  :  1  :  1,  as  in  Damour  & 
Deville's  anal.,  the  percentage  is,  carbonic  acid  24-5,  protoxyd  of  cerium  40-3,  protoxyd  of  lantha- 
num 10-2,  protoxyd  of  didymium  10-4,  fluorid  of  calcium  14-6=100.  These  chemists  show  that 
the  water  found  by  Bunsen  is  accidental.  Analvses  :  1,  2,  Bunsen  (1.  c);  3,  Damour  &  Deville 
(C.  R,  lix.  271)  : 

C       Ce       La       i)i      Ca      fl  CaF 

1.  23-51  5?44  3-17    2-38  11-51 

2.  23-64  60-26  3  15    2  42  10-53 

3.  23-48    42-52      8-26    9-58    2  85    10-10,  Ce  P  2-16,  Mn  <r.=98-95  D.  &  D. 

Pyr.,  etc.— In  the  closed  tube  yields  no  water,  but  gives  off  carbonic  acid  and  becomes  lighter 
in  color.  B.B.  glows  and  is  infusible.  With  fused  salt  of  phosphorus  in  the  open  tube  gives  B.B. 
the  reaction  for  fluorine.  With  borax  and  salt  of  phosphorus  in  the  platinum  loop  gives  a  glass, 
yeUow  while  hot  and  colorless  on  cooling    Dissolves  slowly  in  muriatic  acid  with  effervescence. 

Obs. — From  the  emerald  mines  of  the  Muso  valley,  Xew  Granada,  where  it  was  discovered  by 
J.  J.  Paris,  the  proprietor  of  the  mine,  and  from  which  place  it  was  sent  in  1835  to  Medici-Spada, 
of  Rome,  by  Col.  Acosta.  • 

Named  after  J.  J.  Paris.  The  earlier  name  Musite  (sometimes  written  3fussite,  the  name  of  the 
valley  being  written  both  Muso  and  Musso,  as  well  as  Muzo)  is  objectionable,  because  of  the  use 
of  the  name  Muasite  for  a  variety  of  amphibole. 
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732.  KTSCHTIMITE.    Kischtira-Parisit  T.  Korovaeff,  Bull.  Ac.  St.  Pet,  iv.  401,  1861,  J.  pr. 

Ch.,  IxxxT  4J:2,  1862.    Kischtimite  G.  J.  Brush,  Am.  J.  Sci.,  II.  xxxv.  427,  18tj3. 

Amori)hous. 

G  —  4'TS4.  Lustre  between  greasy  and  vitreous.  Color  dark  brownish 
yellow\  Streak  much  lighter  than  color.  In  small  pieces  translucent. 
Friable. 

Comp.— 6  LaC  +  Ce^0'+Ce'F^+2H,  or  3  La C  +  Ce^(F,  Of +  H,  Korovaeff,  =  Carbonic  aci(^ 
17 '6,  lanthana  37  7,  cermm  25*2,  fluorine  7  5,  oxygen  9  6,  water  2 "4=  100.  The  water  is  probabl} 
unessential,  as  in  parisite.    Analysis  :  Korovaeff  (1.  c.)  : 

C        La      Ce       F        0  ft 
(1)  17-19    36-56    27-81    6-35    [9-89]  2-20 

Pyr.,  etc. — B  B.  at  a  moderate  temperature  becomes  dull,  opaque,  and  opaline  yellow ;  at  a 
high  heat  glows,  and  on  cooling  has  a  high  lustre  and  is  brick-red.  With  borax  in  the  outer  flame 
a  yellow  glass,  in  the  inner  faint  yehow,  which  becomes  colorless  on  cooling.  The  powder  mois- 
tened with  sulphuric  acid  gives  oft'  fluohydric  acid.  Dissolves  in  muriatic  acid,  evolving  carbonic 
acid  and  chlorine. 

Obs.— From  the  gold  washings  of  the  Borsovka  river,  in  the  district  of  Kischtim,  Urals. 

733,  PHOSGENITE.  Hornblei  Karst.,  Tab.,  78,  1800.  Salzsaures  Bleierze  Klapr.,  Beitr.,  iii. 
141,  1802.  Corneous  Lead.  Bleihornerz,  Chlorbleispath,  Germ.  Plomb  carbonatee  muriati- 
fere,  Plomb  chloro-carbonate,  Plomb  corne,  Fr.  Phosgen-spath  5reij^/i.,  Char.,  61,  1832.  Kera- 
sine  ^ewc^.,  Tr.,  ii.  502,  1832.  Phosgenit  5re«Y7i.,  Handb.,  ii.  183,  1841.  Galen oceratite,  Blei- 
kerat,  Glocker,  Syn.,  248,  1847.    Cromfordite  G)-eg  &  Leitsom,  Min.,  421,  1858.  . 

Tetragonal.    6>  A  l-^=132°  37';  ^~^=1-0S71.  Ob- 
served planes,  as  in  the  annexed  figure. 

0  A  1=:123°  2'  /A  1  =  146°  58' 

0  A  2-2  =  112  21  1  A  1,  pyr.,  =  107  17 

6^  A  7=90  Ihi-i=lZb 
6>  A2-^=lll:  42 

Cleavage  :  Zand  i-i  bright ;  also  basal. 

H.  =  2-75— 3.  G.=:  6  —  6-31.  Lustre  adamantine. 
Color  white,  gray,  and  yellow.  Streak  white.  Trans- 
parent— translucent.    Rather  sectile. 

Oomp.— l>b  C-f-Pb  Cl=Carbonate  of  lead  49,  chlorid  of  lead  51  =  100,  cr  oxyd  of  lead  81-9, 
carbonic  acid  8-1,  chlorine  13-0  =  102'9. 

Analyses:  1,  Klaproth  (Beitr.,  iii.  141,  modernized);  2,  Rammelsberg  (Pogg.,  Ixxxv.  141);  3, 
K  A.  Smith  (Phil.  Mag.,  lY.  ii.  121);  4,  Krug  v.  Nidda  (ZS.  G.,  ii.  126j : 

tb  C  Pb  CI 

48-4  53-5  =  10] -9  Klaproth. 

48-45  50-93  =  99-38  Ramm.    G.  =  6-305. 

48-  22  51-78  =  100  Smith. 

49-  44  50-45  =  99-89  K.  v.  Nidda. 

Pyr.,  etc.— B.B.  melts  readily  to  a  yellow  globule,  which  on  cooling  becomes  white  and  crys- 
talline. On  charcoal  in  R.F.  gives  metallic  lead,  with  a  white  coating  of  chlorid  of  lead.  With  a 
salt  of  phosphorus  bead  previously  saturated  with  oxvd  of  copper  gives  the  clilorine  reaction 
Dissolves  with  efiervesceuce  in  nitric  acid. 
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Obs. — At  Crawford  near  Matlock  in  Derbyshire,  where  some  of  the  crystals  were  2  or  3  in 
long;  very  rare  in  Cornwall;  in  minute  crystals  at  a  lead  mine  near  Elgin  in  Scotland ,  some 
crystals  recently  obtained  at  Crawford  sold  for  15  to  20  pounds  sterling  each;  in  large  crystals 
at  Gribbas  (f.  605)  and  Monteponi  in  Sardinia;  near  Bobrek  in  Upper  Silesia. 

Recent  paper  on  cryst.,  Kokscharof,  Bull.  Ac.  St.  Pet.,  ix.  231,  1865,  from  which  the  above 
figure  and  angles  are  taken. 


II.  HYDEOUS  CAKBOKATES. 

AERANGEMENT  OF  THE  SPECIES. 

I.  Containing  ammonia  or  soda. 

735.  Teschemacherite         (iNH^O+iHO)C  eO\\e4(i  Am^  +  ^R^) 

736.  Natron                     NaC  +  lOH  eO||e2i  Naa+lO  aq 

737.  Thermonatrite  NaC  +  H!  .    -60110^1  Na2+aq 

738.  Trona                        (fNa+iH)+H  eOie^Kf  Na2  +  ^  H^  +  aq 

739.  Gaylussite                 (i  Ka  +  ^  Oa)  C+2iH  ee||0,i(iNa2+  J  €a)+2i  aq 

II.  Containing  hme  or  magnesia. 

740.  Htdromagnestte          MgC  +  iMgfi  +  fl  ^OHOsIMg  +  ^MgHiOi+aq 

741.  Hydrodolomite            (Ca,  Mg)  0  +  ^  e  0[10,|(ea,  Mg)  +  i  aq 

742.  Predazzite                 Ca  C  +  i  Mg  3  €  eie^l  -Ca  +  i  Mg  H.^Oa 

743.  Pencatite 

744.  HoviTE                       (iCa+iH)C+aq  ee|02i(iea+ JH^^  +  aq 

III.  Containing  oxyd  of  cerium,  lanthanum,  or  yttrium. 

U5.  Lanthanite                 LaC  +  3i[  eeUOsI  ta+S  aq 

746.  Tengerite  C,  Y,  n 

IV.  Containing  zinc,  cobalt,  nickel,  copper. 

747.  Zaratite                    NiC  +  2Nifi  +  3fi  eeiI02i?fi+2?fi  HoOs+Saq 

748.  Remixgtoxite  Co,  C,  H 

749.  Hydrozixcite               2n  C  +  2  2n  li  e  OlO^  Zn  +  2  Zn  H2O2 

750.  AURICHALCITE               2n  C+f  (Cu,  2n)  eeilOsiZn+f  (^u,Zn)H2e9 

751.  Malachite                 CuC+CuH  eOHOai  <?u  +  eu  H202 

752.  AzuRiTE                     CuC+iCuH  €e||02|€u+ieuH2e9 

V.  Containing  bismuth  or  uranium. 

753.  BiSiiUTiTE  :6i^  C^  It' 

754.  LiEBiGiTE  ?^C  +  0aC  +  20fi: 

755.  YOGLITB  U,Ca,OuC,fl 
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735.  TESCHEMACHERITE.    Bicarbonate  of  Ammonia  E.  F.  Teschemacher,  PhiL  Mag., 
xxviii.  548,  1846.    Teschemacherite  Dana. 

In  crystals  liaving  two  brilliant  cleavages  meeting  at  112°.  G.  =  1'45. 
H.  =  l"5.    Yellowish  to  white. 

Comp.— (I  X  H*  0)  C=Ammonia  32-9,  carbonic  acid  55-7,  water  11-4=100.  Analy- 

sis :  Phipson  (J.  Ch.  Soc.,  II.  i.  74) : 

C     XH,0    n  Ca 

Chincha  Islands  51-53   29-76  11*00  6-02,  P  0-60,  Mg,  S,  CI  tr.,  alk.  and  uric  acid  1-09=100  Phips. 

The  material  analyzed  by  Phipson  was  white,  compact  crystalline,  and  fragile,  and  had  a  strong 
odor  of  ammonia,  from  which  he  infers  the  presence  either  of  free  ammonia  or  of  sesquicarbonate. 

Pyr.,  etc. — In  the  closed  tube  for  the  most  part  volatilized,  giving  the  odor  of  ammonia,  a 
white  sublimate  of  carbonate  of  ammonia,  while  an  abundance  of  water  condenses  on  the  tube. 
Soluble  in  water,  and  heated  with  a  fixed  alkali  gives  a  strong  odor  of  ammonia.  Effervesces 
with  acids.    Reacts  alkahne  to  test  paper. 

Obs. — From  guano  deposits  on  the  coast  of  Africa  and  Patagonia,  and  the  Chincha  Islands, 
Forms  a  bed  several  inclies  thick  in  the  lowest  parts  of  the  guano  deposits  of  Patagonia,  as 
announced  by  Teschemacher ;  and  similarly  at  the  Chincha  Islands,  according  to  Phipson. 

Bicarbonate  of  potash  has  been  announced  by  Pisani  (C.  E,.,  Ix.  918,  1865)  as  found  under  a  dead 
tree  at  Chypis  in  Valais,  as  a  result  of  recent  decomposition,  and  has  been  called  by  him  Kalicme ; 
he  regarding  it  as  a  mineral  as  much  as  struvite.  (Struvite  has  better  claims,  however,  as  it  occurs 
in  guano  deposits,  some  of  which  date  from  the  Post-tertiarj^  at  least.)  He  obtained  for  its  com- 
position Carbonic  acid  42-20,  potash  42-60,  water  7-76,  Oa  0  2-50,  Mg  C  1-34,  sand,  etc.  3-60  =  100. 

736.  NATRON.    'NiTpof,  j<iitrnm,  of  the  Ancients.    Carbonate  of  Soda.    Sonde  carbonatee. 

Monoclinic:  ^7=58°  52',  /A  7=76°  28^  0  A  14=140°  9^'.  Cleavage  : 
0  distinct ;  i-l  imperfect ;  /  in  traces. 

H.  =  1—1-5.  G.  =  l'-123.  Yitreons  to  earthy.  White,  sometimes  gray 
or  yellow,  owing  to  impurities.    Taste  alkaline. 

Comp.— Xa  C  + 10  H= Carbonic  acid  2(V7,  soda  18-8,  water  54-5.  Effervesces  strongly  with 
nitric  acid. 

Obs. — Occurs  in  nature  only  in  solution,  or  mixed  with  the  other  carbonates  of  soda.  See 
under  T/vna  and  Thermonal/rite. 

737.  THERMONATRITE.  Ntr^w  and  Nitrum  pt.  Vet.  Natron,  Alkah  orientale  impurum 
terrestre,  Jordblandadt  Alkahskt-salt,  Wall,  Min.,  174,  1747.  Naturliches  mineralisches 
Alkah  Wern.;  Thermonatrit  Haid.,  Handb.,  487,  1845.  Thermonitrit  Rausm.,  Handb.,  1411, 
1847.    Sonde  carbonatee  prismatique. 

Orthorhombic.  Observed  planes:  /,  i-2,  i-i,  l-I,  h  I A  i-l =1SS^  6\ 
i^i  A  ^'-2,  front,  =  58°  14',  lat.,  =  121°  46^  l-l  A  1-i,  top,=10T°  50  ,  i-l  A  l-^ 
=  126°  5^  i-l  A  1=109°  6',  /A  i=116°  5',  /A  /=96°  10'.  In  rectangular 
tables  flattened  parallel  to  i-l,  with  sides  bevelled  by  /  and  l-i.  Usual  as 
an  elflorescence. 

H.  =  l  — 1-5.  G.=l-5— 1-6.  Lustre  vitreous.  "White,  grayish,  yellow- 
ish. 

Oomp.— Xa  C+H:=Carbonic  acid  35-5,  soda  50-0,  water  145  =  100.  Analyses:  1,  2,  Beu- 
dant  (Tr.,  ii.  310) ;  8,  Pfeiffer  (Ann.  Ch.  Pharm.,  Ixxxix.  219) : 

45 
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1.  Debreczin 

2.  Egypt 

3.  E.  Indies 


78-6 
52-89 


NaS 

10-  4 
7-8 

11-  44 


Xa  CI  etc. 
2-2 
31 
0-77 


]  3-8=^  100  Beudant. 

13  5,  earthy  matter  4-1=100  Beudant. 

28  -Z5,  K  C  6-65  =  100  Pfeiffer. 


Obs. — Crystals  may  be  obtained  from  a  solution  at  a  temperature  between  25°  and  37°  C.  It 
occurs  in  various  lakes,  and  as  au  efflorescence  over  the  soil  in  many  dry  regions  of  the  globe ; 
also  about  some  mines  and  volcanoes. 

There  appears  to  be  also  an  anhydrous  carbonate  of  soda  in  nature.  Kayser  obtained  for  a 
specimen  from  the  JSTeue  Margarethe  mine,  near  Clausthal,  Na  C  92-07,  MgC  3-32,  Ca  C  1-81, 
Fe  C  019.  H  l*8o.  And  Wackenroder  gives  for.the  composition  of  a  substance  from  Debreczin, 
Hungary,  jS'a  C  92*30,  Na  S  1-67,  K  S  0-03,  KaP  1-47,  Na  CI  4-46  =  99-93 ;  but  it  is  said  that  the 
latter  may  be  from  ah  artificial  product. 

Crystals  of  the  simple  carbonate  of  soda  (natron)  become  thermonatrite  in  efflorescing. 

738.  TRONA.  Trona  Bagge,  Ac.  H.  Stockh.,  xxxv.  1773.  Natrum  von  Tripole,  Stralige 
Natrum,  Klaproth,  Beitr.,  iii.  83,  1802.  Sesquicarbonate  of  Soda.  Urao  Boussingault,  Ami.  d. 
M.,  xii.  278. 

Monoclinic.    0  15^    Cleavage:  i-i  perfect.    Often  fibrous 

or  columnar  massive. 

H.=2'5— 3.  Gr.  =  2'll.  Lustre  vitreous,  glistening.  Color  gray  or 
yellowish-white.  Translucent.  Taste  alkaline.  Kot  altered  by  exposure 
to  a  dry  atmosphere. 

Oomp.— Xa^  C'+4  H=(|-  Xa+^  H)  C+fi=Carbonic  acid  40-2,  soda  37-8,  water  22-0.  Anal- 
ysis by  Klaproth  of  the  African  (Beitr.,  iii.  83):  Carbonic  acid  38,  soda  37,  water  22*5,  sulphate 
of  soda  2-5  =  100;  by  Boussingault  of  the  urao  (1.  c):  C  39-00,  Na  41-22,  H  18-80=99-02.  The 
African  is  often  mixed  with  the  simple  carbonate  of  soda,  thermonatrite,  and  common  salt.  A 
specimen  of  trona  from  an  extensive  bed  in  Churchill  County,  Nevada,  gave  on  analysis  by  C.  S. 
Rodman  (priv.  contrib  ),  C  38-70,  Na  89-97,  H  19-42,  NaCl  1-88,  XaS  ()'39,  Si  0-13  =  lU0-49. 

Pyr.j  etc — In  the  closed  tube  yields  water  and  carbonic  acid.  B.B.  imparts  an  intensely 
yellow  color  to  the  flame.  Soluble  in  water,  and  effervesces  with  acids.  Reacts  alkaline  with 
moistened  test  paper. 

Obs. — The  specimen  analyzed  by  Klaproth  came  from  the  province  of  Suckenna,  two  days' 
journey  from  Fezzan,  Africa.  It  is  found  at  the  foot  of  a  mountain,  forming  a  crust  varying 
from  the  thickness  of  an  inch  to  that  of  the  back  of  a  knife-blade.  To  this  species  belongs  the 
urao  found  at  the  bottom  of  a  lake  in  Maracaibo,  S.  A.,  a  day's  journey  from  Merida.  Efflores- 
cences of  trona  occur  near  the  Sweetwater  river,  Rocky  Mountains,  mixed  with  sulphate  of  soda 
and  common  salt. 


739.  GAY-LUSSITE.    Boussingault,  Ann.  Ch.  Phys.,  xxxi.  270,  1826. 


Monoclinic. 


Maracaibo. 


78°  27',  /A  7=68°  50'  and  111°  10',  (9  A  14=125° 

0*67137.   Observed  planes :  0 ;  vertical, /, 
hemioctahedral,       Angles  from  Phillips. 

6>Al-fcl30°2r 
0  A  i-{=101  33 
0  Ai=lS6  39 
0  A  7=96  30 
7a  14=137  45 
14  A  14,  ov.  6>,=70  30 
14  A  14,  adj.,  =  109  30 
■J  Ai=110  30 


Crystals  often  lengthened,  and  prismatic  in  the  direction  of  14 ;  also  in 
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that  of  |- ;  also  (fr.  ^Nevada)  not  elongate,  but  thin  in  the  direction  of  the 
orthodiagonal,  0  being  very  narrow  or  wanting ;  surfaces  usually  uneven, 
being  formed  of  minute  subordinate  planes.  Cleavage  :  /  perfect ;  0  less 
so,  but  i>:iviug  a  rellected  imai^e  in  a  strong  lio^ht. 

H.=:2  — 3.  G.  =  l-92  — 1-U9.  Lustre  vitreous.  Color  white,  yellowisli- 
white.  Streak  uncolored  to  grayish.  Translucent.  Fracture  conchoidal. 
Extremely  brittle.    Xot  phosphorescent  by  friction  or  heat. 

Comp. — Xa  C  +  CaC  +  o  H=(i^'a^|  Ca)  C  +  H=CarboDate  of  soda  35-9,  carbonate  ot 
lime  33-8,  water  30-3  =  100.    Analysis  by  J.  B.  Boussingault  (Ann.  Ch.  Phys.,  III.  vii.  488,  18-13): 

XaC34-5  CaC33-6  H30-4  Clay  1-5  =  100. 

Pyr.,  etc. — Heated  in  a  matrass  tlie  crystals  decrepitate  and  become  opaque.  B.B.  fuses 
easily  to  a  white  enamel,  and  colors  the  flame  intensely  yellow.  With  the  fluxes  it  behaves  hke 
carbonate  of  lime.  Dissolves  in  acids  with  a  brisk  effervescence ;  partly  soluble  in  water,  and 
reddens  turmeric. 

Obs. — Abundant  at  LaguniUa,  near  Merida,  in  Maracaibo,  where  its  crystals  are  disseminated 
at  the  bottom  of  a  smaU  lake,  in  a  bed  of  clay,  covering  urao]  the  natives  call  it  davos  or  nails^ 
in  allusion  to  its  crystalline  form. 

Also  abundant  on  a  small  island  in  Little  Salt  Lake,  near  Eagtown,-  Nevada,  about  \\  m.  S.  of 
the  main  emigrant  road  to  Humboldt.  The  lake  is  in  a  crater-shaped  basin,  and  its  waters  are 
dense  and  strongly  saline. 

The  Nevada  crystals  gave  J.  M.  Blake  (Am.  J.  Sci.,  IL  xlii.  221),  from  whom  f.  607,  60Ta,  are 
taken,  the  foUowing  approximate  angles,  the  planes,  owing  to  the  unevenness,  not  aflfordiug 
results  nearer  than  a  degree:  /A  7=110°  35'  to  112°  30  ,  69°  5';  1-z  A  l-i=110°  30',  110°  10': 
OA  l-i=126^  10',  125°  30';  OA  w=79°;  0  A  7=96°  10';  10',  127°  55'. 

Named  after  G-ay  Lussac. 
"  Artif. — J.  Fritzsche  has  produced  artificial  gay-lussite  by  mixing  eight  parts  by  volume  of  a 
saturated  solution  of  carbonate  of  soda  with  one  of  a  solution  of  chlorid  of  calcium  of  1-130 — 
I -150  specific  gravity  (J.  pr.  Ch.,  xciii.  339). 


740.  HYDROMAGNESITE.  T.  Wachtmeister,  Ak.  H.  Stockh.,  1827,  18.  Hydromagnesit 
V.  KoheU,  J.  pr.  Ch.,  iv.  80,  1835.  Hydrocarbonate  of  Magnesia.  Lancasterite  pt.  Siliiman,  Jr., 
Am.  J.  Scl,  II.  ix.  226,  1850.    Magnesia  alba  Pliarm. 

Monoclinic.  (7=82°-83°,  IaI=S7°  52^  to  88°, 
0  A  24=137°  ;  a  c=(nearly)  0-4:55  :  1  :  1-0973. 
Observed  planes  as  in  the  annexed  figure.  2-^  A  -2-^, 
adj.,=143i°  to  145°,  i-i  A  2-^=113|-°  to  112°,  i-i  A  -2-^ 
=  105°.  Culminant  angle  between  edges  y  (or  2-1  A 
2-1) =91°,  edge  t  on  edge  y  (or  i-i  A  24) =133°.  Crystals 
small,  usually  acicular  or  bladed,  and  tufted.  Also  amor- 
phous ;  as  chalkv  or  mealy  crusts. 

H.  of  crystals '^3-5.  G.  =  2'115-2-18,  Smith  &  Brush. 
Lustre  vitreous  to  silky  or  subpearl}^ ;  also  earthy.  Color 
and  streak  white.  Brittle. 

Comp.— 3  (Mg  C+H)+MgH=Magnesia  43-9,  carbonic  acid  36-3.  water  19-8  =  100.  Analyses : 
1,  Wachtmeister  (1.  c);  2,  v.  Kobell  V-  pr-  Ch.',  iv.  80);  3,  4,  Smith  &  Brush,  of  crystaUine 
varieties  (Am.  J.  Sci.,  II.  xv.  214): 

C  Mg       H  Si 

1.  Hoboken                          36-82  42-41  18-53  0-57,  Pe  0-27,  earthy  matter  1-39  =  99-99  W. 

2.  Negroponte                      36  00  43-96  19-68  0-36=100  KobeU. 

3.  Texas,  Pa.,  Wood's  Mine     3H-69  43  20  19-43   ,  Fe  and  Mn  ;r.=99-72  Smith  &  Brush. 

4.  •'       Low's  Mine       36-74  42-30  20-10   ,  Fe  and  Mn  ^r.  =  99-14  Smith  &  Brush. 
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Pyr.,  etc. — Tn  the  closed  tube  gives  off  water  and  carbonic  acid.   B.B.  infusible,  but  whitens, 

and  the  assay  reacts  alkaline  to  turmeric  paper.  Soluble  in  acids ;  the  crystalline  compact  varie 
ties  are  but  slowly  acted  upon  by  cold  acid,  but  dissolve  with  effervescence  in  hot  acid. 

Obs. — Occurs  at  Hrubschitz,  in  Moravia,  in  serpentine;  in  Negroponte,  near  Kumi;  at  Kai- 
serstulil,  in  Baden,  impure.  In  the  U.  States,  crystallized,  with  serpentine  and  brucite,  neai 
Texas,  Lancaster  Co.,  Penn.,  at  Wood's  and  Low's  mines;  also  in  a  similar  way  at  Hoboken, 
N.  J.,  in  acicular  crystals  like  natrohte :  at  the  latter  place  in  earthy  crusts.  The  brucite  of 
Hoboken  sometimes  changes  on  exposure  to  an  earthy  hydromagnesite. 

The  above  angles  and  figure  were  taken  by  the  author  from  a  Hoboken  crystal  J-q-  in.  broad, 
in  which  the  summit  planes  were  smooth  and  brilliant,  the  prismatic  striated.  The  rhombic  prism 
in  one  crystal  gave  the  angles  95"  20'  and  84°  50' ;  but  other  crystals  gave  different  results, 
and  no  constant  value  was  obtained.    The  species  is  isomorphous  with  wollastonite  (p.  156). 

The  Lancasterite  of  SiUiman  (1.  c.)  is  shown  by  Smith  and  Brush  to  be  a  mixture  of  brucite 
and  hydromagnesite. 

Pound  pseudomorphous  of  brucite  at  "Wood's  mine. 

741.  HYDRODOLOMITE.  Hydroraagnesit  v.  Kohell,  J.  pr.  Ch.,  xxxvi.  304,  1845.  Kalk- 
magnesit  Hausm.,  Handb.,  1404,  1847.  Hydromanganocalcit  Harimann,  Nachr.,  299.  Hydro- 
magnocalcit  pt.  Hydrodolomit  Ramm.  Hydronickelmagnesite  Shep..  Am.  J.  Sci.,  II.  vi.  250, 
1848.    Pennite  Herm.^  J.  pr.  Ch.,  xlvii.  13,  1849. 

Massive.  In  stalactitic  and  stalagniitic  forms,  and  globular  concretions 
and  crnsts. 

G.  =  2-4:95,  Ramm.    Color  jellowisli-wliite,  grajdsh,  greenish. 

Var. — (1)  Hydrodolomite  of  Vesuvius  is  stalactitic  or  sinter-like ;  Gr.  =  2"495.  (2)  Pennite  of 
Hermann,  from  Texas,  Pa.,  is  in  apple-greeu  to  whitish  crusts,  having  a  surface  of  minute 
spherules;  the  color  is  due  to  nickel ;  G.  =  2-8r>. 

Comp. — (Ca,  Mg)  C  +  j  H,  Ramm.,  from  his  anal,  of  specimen  received  from  Scacchi,  of  Naples ; 
Hermann's  analysis  affords  Oa+|-Mg)  C  +  ^  H ;  von  Kobell's,  S*0^4H.  Analyses:  1,  v. 
Kobell  (1.  c);  2,  Rammelsberg  (Min.  Ch.,  234);  3,  Hermann  (1.  c): 

C       Ca       Mg     Xi     Fe     Mn  H 

1.  Vesuvius  33-10    25-22    24  28     17  40  KobeU. 

2.  "  43-40    26-90    23-23        6*47  Rammelsberg. 

'6.  Pennite  44-54    20-10    27-02    1-25    0-70    0-40     5-84,  3cl  0-15=  100  Hermann. 

Pyr.,  etc. — Like  dolomite,  but  yields  water  in  the  closed  tube. 

Obs. — The  Vesuvian  mineral  is  found  on  Mt.  Somma.  Pennite  occurs  on  serpentine  and 
chromic  iron,  with  zaratite,  at  Texas,  Pa.,  and  seems  to  graduate  into  zaratite ;  also  at  Swina- 
ness  and  Haroldswick,  in  Unst,  Shetlands. 

742.  PREDAZZITE.    Petzlioldt       Beitr.  Geogn.  Tyrol,  194,  1843. 

Massive,  granular,  as  a  fine-grained  dolomite-like  rock. 

H.  =  3-5.    G.  =  2'634.    Lustre  vitreous.    White  to  grayish-white. 

Comp, — 2  CaC  +  MgH= Carbonic  acid  34*1,  lime  43*4,  magnesia  15'5,  water  '7'0=100.  Anal- 
yses by  Roth  (J.  pr.  Ch.,  hi.  346) : 

C  Mg         Ca  £[ 

1.  Predazzo    33-51       14-61       44  89       6-99  =  100. 

2.  "  34-25       14-16       42-9-7  7-06=98-44. 

In  the  analyses  some  Si  and  ^^1  were  obtained. 
Pyr.,  etc. — Like  hydrodolomite. 

Obs. — From  Canzacoli,  near  Predazzo,  in  the  southern  Tyrol,  where  it  occurs  as  a  marble- like 
rock.    The  rock  in  some  places  contains  brucite.    May  it  be  a  mixture  ? 

743.  PENCATITE.    Roth,  ZS.  Q.  Ges.,  iii.  140,  143. 


Similar  to  the  predazzite,  and  from  the  same  region  ;  0.= 2*613,  Roth  ; 
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2'5T,  Damoiir.  Also  as  a  bluish-^ray  limestone,  somewhat  yellowish,  from 
Yesuvius  ;  II.  =  3;  G.  =  2'52I:,  liotli;  2*531-,  in  powder. 

Comp.—CaC  +  MgH= Carbonic  acid  27-9,  lime  35-4,  magnesia  25-3,  water  11-4=100.  Anal- 
yses :  1,  2,  Damour  (BuU.  Soc.  G.  Fr.,  II.  iv.  1052,  1847) ;  3-5,  Roth  (J.  pr.  Cb.,  Hi.  350,  ZS.  G., 
iii.  140) : 

C       Mg       6a  H 

1.  Predazzo     25-00    24  32    35-42    10-89,  Fe  0-45,  Si  0-60=r96-68  Damour. 

2.  "  26-40    24-64    35-47    10-50,   "   0-50.  "  0-55  =  98  06  Damour. 

3.  "  29-23    24-78    35-70    10-92  =  ] 00-63  Roth. 

4.  "  28-10    24-47    35-97    10-97  =  97-51  Roth. 

5.  Vesuvius     29-66    23-68    35-45  [10  59],  Al,  Fe  0  62  =  100  Roth. 

In  two  determinations  Roth  obtained  for  the  last  11-75  H,  10-78  H.  The  Yesuvian  mineral  is 
the  same  that  Klaproth  analyzed  (Beitr.,  v.  91)  without  finding  the  magnesia.  Roth  observes 
that,  as  the  water  is  retained  even  to  360"  and  400'  C,  the  mineral  must  be  regarded  as  a  chem- 
ical compound.    Damour  observed  pure  hydromagnesite  in  clefts  in  the  Predazzo  rock. 

Named  after  Marzari  Pencati,  of  the  Tyrol. 

744.  HOVITE.    Hovite,  Native  Carbonate  of  Alumina  and  Lime,  J.  H.  &  G.  Gladstone,  Phil. 

Mag.,  IV.  xxiii.  462,  1862. 

Soft,  white,  and  friable ;  earthy  in  fracture. 

Comp.— (I  Ca+lfl)  C+aq  =  Carbonic  acid  44-4,  carbonate  of  lime  28-3,  water  27-3  =  100. 
The  compound  ordinarily  called  bicarbonate  of  lime. 

The  mineral  is  known  only  as  a  mixture  in  collyrife,  a  hydrous  silicate  of  alumina. 

J.  H.  &  G.  Gladstone  state  (1.  c.)  that  there  is  carbonic  acid  enough  in  the  collyrite  to  form  a 
bicarbonate  with  the  lime  present ;  but  this  view  of  the  composition  is  set  aside  because  of  the 
solubility  of  the  so-called  bicarbonate,  and  its  being  unknown  in  the  sohd  state ;  and  hence  they 
suggest  that  the  excess  of  carbonic  acid  may  be  combined  in  the  mineral  with  alumina,  making  a 
hydrous  carbonate  of  alumina  and  lime,  or  perhaps  replaces  part  of  the  sUica  in  the  alumina- 
silicate. 

But  although  the  bicarbonate  referred  to  is  known  only  in  solution,  the  most  likely  condition 
for  finding  it  in  the  mineral  kingdom  is  in  one  of  the  hydrous  silicates  of  alumina,  like  collyrite, 
in  which  there  is  present  much  water,  loosely  held ;  the  mineral,  therefore,  is  most  probably  a 
carbonate  of  the  formula  above  given ;  especially  since  a  carbonate  in  which  Al  or  Fe  enters  is, 
as  the  authors  admit,  yet  unknown  to  chemistry. 

Analyses  of  the  collyrite  containing  the  carbonate,  by  J.  H,  &  G.  Gladstone  (1.  c.) : 


:98-70. 


The  excess  of  C  over  that  neutrahzing  the  lime  is  in  1,  5-12  p.  c. ;  in  2,  5'96  ;  3,  9-02  ;  4,  6-94 
p.  o. 

Obs. — From  Hove,  near  Brighton,  in  an  old  quarry  in  the  upper  chalk,  in  fissures  that  cut 
through  layers  of  flint,  along  with  collyrite. 


Si 

C 

^1 

Ca 

H 

1. 

6-22 

10-91 

41-04 

7-37 

33-16 

2. 

5-87 

14-77 

39-58 

11-22 

[28-56" 

3. 

5-41 

18-15 

36-32 

11-62 

[291 6" 

4. 

5-30 

1414 

40-51 

9-18 

[30-87' 

745.  LANTHANITE.  Kohlensaures  Cereroxydul  Berz.,  ZS.  f.  Min.,  ii.  209,  1825;  Kohl.  Cer- 
oxydul  Hisinger,  Afh.  Min.  Geog.  Schwed.,  144,  1826.  Carbonate  of  Cerium.  Carbocerine 
Beud.,  Tr.,  ii.  354,  1832.  Lanthanit  Haid.,  Handb.,  500,  1845,  Hydrolanthanit  Glocker,  Synops., 
248,  1847. 

Orthorhombic.    I A  30^—91:°,  Blake,  92°  46',  v.  Lang;  I A  1- 

142°  36' ;  a:h:  g:=:  0-99898  :  1  :  1*0496,  v.  Lang.  In  thin  fonr-sided 
plates  or  minute  tables,  w^ith  bevelled  edges,  as  in  the  annexed  figures. 
Cleavage  micaceous.    Also  fine  granular  or  earthy. 
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II.=2-5-3.  G. =2-666,  (?)  Blake;  2-605,  Gentli.  Lustre  pearly 
dull.    Color  grayish- white,  delicate  pink,  or  yellowish. 


or 


609 


610 


Saucon  Yalley,  Pa. 


Saucon  Yalley,  Pa. 


Comp.— La  C+3  E[=LaTitliana  52-6,  carbonic  acid  21-8,  water  26-1  =  100.  Analyses:  1,  2,  J. 
L.  Smith  (Am.  J.  Sci.,  11.  xvi.  230,  xvili.  378) ;  3,  F.  A.  Gentli  (ib.,  xxiii.  425) : 

C  La  H 

1.    Saucon  valley       22-58       54-90       24-09  Smith. 


21-95 
21-08 


55-03 
54-95 


24  21  Smith. 
[23-97]  Genth. 


There  is  some  oxyd  of  didymium  with  the  lanthana,  according  to  Smith. 
Blake  obtained  La  54-27,  54-93,  54  64,  C  19-13,  C+H  (by  ign.)  45  07,  45-36. 
Hisinger  found  in  a  Swedish  specimen,  probably  impure,  La  75-7,  C  lO  S,  H  13-5,  whence  the 
formula  La^  C  +  3  H. 

Pyr.,  etc. — In  the  closed  tube  yields  water.  B.B.  infusible  ;  but  whitens  and  becomes  opaque, 
silvery,  and  brownish;  with  borax,  a  glass,  slightly  bluish,  reddish,  or  amethystine,  on  cooling; 
with  salt  of  phosphorus  a  glass,  bluish  amethystine  while  hot,  red  cold,  the  bead  becoming  opaque 
when  but  slightly  heated,  and  retaining  a  piuk  color.    Effervesces  in  the  acids. 

Obs. — Found  coating  cerite  at  Bastnas,  Sweden ;  also  in  Silurian  limestone  with  the  zinc  ores 
of  the  Saucon  valley.  Lehigh  Co.,  Pa.,  in  masses  consisting  of  aggregated  minute  tables ;  at  the 
Sandford  iron-ore  bed,  Moriah,  Essex  Co.,  N.  Y.,  in  dehcate  scales,  and  a  thin  scaly  crust,  in 
fissures  in  the  ore,  and  on  crystals  of  ahanite.  Reported  by  Shepard  as  occurring  at  the  Canton 
mine,  Ga.,  in  pink-colored  crystals,  lining  cavities  of  botryoidal  white  pyrite. 

On  cryst.,  W.  P.  Blake,  Am.  J.  ScL,  II.  xvi.  228,  1853,  and  this  Min.,  1854,  with  the  above  figs. ; 
V.  Lang,  PhU.  Mag.,  lY.  xxv.  43,  1863;  both  on  Pennsylvania  crystals. 

746.  TENGERITE.    Kolsyrad  Ttterjord  A.  F.  Svanherg  and  C.  Tenger,  Arsb.,  xviil  206,  1838. 
Ttterspath  Germ.    Tengerite  Dana. 

Pulverulent.  In  thin  coatings.  Sometimes  an  appearance  of  radiated 
crystallization. 

Lustre  dull,  or  like  that  of  chalk.    Color  white. 

Oomp. — A  carbonate  of  yttria,  according  to  Svanberg  and  Tenger,  but  no  analysis  has  been 
published. 

Pyr.,  etc. — In  the  closed  tube  yields  a  considerable  amount  of  water  (Brush).  Eflfervesces 
with  acids.  " 

Obs. — Occurs  as  a  thin  coating  on  gadolinite  at  Ytterby,  and  is  evidently  a  result  of  its  alter- 
ation. 


747.  ZARATITE.  Hydrate  of  Nickel  (fr.  Texas,  Pa.)  Silliman,  Jr.,  Am.  J.  Sci.,  11.  iii.  407, 
1847;  Emerald  Nickel  id.,  ib.,  vi.  248,  1848.  Nickel  Sraaragd  Germ.;  Texasit  Eenng..  Min., 
1853.  Carbonate  hidratado  de  Niquel  (fr.  Spain)  A.  Casares,  A.  M.  Alcibar  in  Min.  Eevista 
of  Madrid,  394,  1850;  Zaratita  Casares,  ib.,  176,  March,  1851.    Zamtit  wrong  orihogr. 

Tncrusting ;  often  small  stalactitic  or  minute  mammillary  ;  sometimes 
appearing  prismatic  with  rounded  summits.    Also  massiv^e,  compact. 
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II.=:3  — 3'25.  G.  =  2'57 — 2-693.  Lustre  vitreous.  Color  emerald-green. 
Streak  paler.    Transparent — translucent.  Brittle. 

Comp.— NiC  +  2  Nin4-4  H  =  Carboiiic  acid  11-7,  oxyd  of  nickel  59  4,  water  28-9  =  100.  Mag« 
nesia  seeins  to  replace  at  times  part  of  the  oxyd  of  nickel,  and,  correspondingly,  the  color  becomes 
paler;  the  mineral  at  Texas  thus  graduates  toward  pennite,  which  has  the  same  concretionary 
aspect  as  much  of  the  z;iratite. 

Analyses :  1,  B.  SHliman,  Jr.  (1.  c.) ;  2,  Smith  and  Brush  (ib.,  xvi.  52) : 

C  Ni  H 

1.  Texas,  Pa.  11-69       58-81       29-50  =  100  Silliman. 

2.  "  11-63       56  82       29-87,  Mg  1-68  =  100  S  &  B. 

Pyr.,  etc. — In  the  closed  tube  yields  water  and  carbonic  acid,  and  leaves  a  grayish-black  mag- 
netic residue  B.B.  infusible.  With  borax  in  O.F.  gives  a  bead  violet  while  hot  and  reddish-brown 
on  cooling ;  in  R.F.  the  bead  becomes  gray  and  opaque  from  reduced  nickel.  Dissolves  easily 
■with  effervescence  in  heated  dilute  muriatic  acid. 

Obs. — Occurs  on  chromic  iron  at  Texas,  Lancaster  Co.,  Pa.,  associated  with  serpentine ;  also  at 
Swinaness  in  Unst,  Shetland. 

Also  in  Spain,  near  Gape  Hortegal  in  G-alicia,  where  it  occurs  as  an  incrustation  on  a  magnetite 
in  which  there  is  some  sulphid  of  nickel;  it  is  in  clear  emerald-green,  vitreous  crusts,  some- 
times transparent,  and  also  in  stalactites.  It  proved  to  be  a  hydrated  carbonate  of  nickel  with  a 
little  carbonate  of  magnesia. 

Named  after  Sen.  Zarate  of  Spain.    Casares's  name  antedates  that  of  Kenngott. 

748.  REMINGTONITE.    J.  G.  Booth,  Am.  J.  Sci.,  II.  xiv.  48,  1852. 

A  rose-colored  incrustation,  softy  and  earthy ;  opaque.  Streak  pale  rose- 
colored. 

Oomp. — A  hydrous  carbonate  of  cobalt,  but  precise  composition  not  ascertained.  Dissolves  in 
muriatic  acid  w\%\\  a  shght  effervescence,  making  a  green  solution,  the  color  due  to  iron.  Oobalc 
reaction  with  borax. 

Obs.— Occurs  as  a  coating  on  thin  veins  of  serpentine,  which  traverse  hornblende  and  epidote, 
at  a  copper  mine  near  Finksburg,  Carroll  Co.,  Maryland. 

749.  HYDROZINCITE.  Calamine  >S'?7'c2Y/i507i,  Phil.  Trans.,  12,  1803.  Zinkbliithe  Zars^.,  TabeU., 
70,  99,  18i)8  Hydro-carbonate  of  Zinc.  Earthy  Calamine.  Zinconise  Beud.,  Tr.,  ii.  357,  1832, 
Zinc-Bloom.  Hydrozinkit  Kenng.,  Min.,  1853.  Marionite  ElderJiorst,  G,  Rep.  Arkansas,  153, 
1858. 

Massive,  earthy  or  compact.  As  incrustations,  the  crusts  sometimes 
concentric  and  agate-like.    At  times  reniform,  pisqlitic,  stalactitic. 

H.  =  2— 2'5.  G.==3'58  — 3*8.  Lustre  dull.  Color  pure  white,  grayish 
or  yellowish.    Streak  shining.    Usually  earthy  or  chalk-like. 

Oomp. — In  part  2,nC  +  2  2nH=Carbonic  acid  136,  oxyd  of  zinc  7o-3,  water  11'1  =  100. 
Smithsou's  analysis  gives  1  H  additiouah  For  anal,  i^,  1<  »,  11,  the  0.  ratio  for  Zn,  C,  H=13  :  5  :  9 ; 
whence  5  2a  C-i- 8  2lu  R+H,  Goebel=  Carbonic  acid  15'3,  oxyd  of  zinc  water  ll-;!  =  l(iO. 

The  analyses  of  SuUivau  (Nos.  11,  12,  13)  give  the  formula  3  2n  0  +  5  2n  11= Carbonic  acid  15-2, 
oxyd  of  zinc  74  5,  water  10-3  =  100,  which  agrees  very  well  with  several  of  the  other  analj^ses 

Analyses  :  1,  Smithson  (1.  c,  the  specimen  a  white  chalky  incrustation);  2,  3,  Karsten  (Syst.  d. 
Met.,  iv.  429);  4,  Reicliert  (Ramm.  Min.  Ch.,  239);  5,  Schnabel  (Pogg.,  cv,  144);  6-8,  Braun, 
Petersen,  and  Voit  (Ann,  Ch.  Pharm  ,  eviii.  48);  9,  Koch  (Ramm.  Min.  Ch.,  239);  10,  Terrell  (0. 
R.,  xlix.  558);  11-13,  Sullivan  (Dublin  Q.  J.  Sci..  ii  135);  14,  Bonnet  (B.  IL  Ztg.,  xxii.  164);  16, 
A.  Goebel  (Bulk  Ac.  St.  Pet,  v.  407);  16,  Elderhorst  (1.  c): 

C         2n  H 
1.  Bleiberg  18-5       71-4       1 5*1  =1 00  Smithson. 

2      "  14-79      72-75      12-25  =  99-79  Karsten. 
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C 

Zu 

-r-T 
H 

3. 

Kaibel 

14-74 

72-84 

12-30  =  99-88  Karsten. 

4. 

lioUanthol 

16-25 

71-69 

11-90  =  99-74  Reichert. 

5. 

Ramsbeck 

12-30 

64-04 

15-61,  Ca  0-52,  Cu  0-G2,  Al,  Pe,  and  insoL  6  36=99-45  S 

6. 

Santander 

14-32 

73-83 

11-87  =  100-02  Braun;  a.  =  3-252. 

7. 

u 

15-1 

73-] 

11-8  =  100  P.  &  V. 

8. 

(t 

13-82 

74  73 

11  45  =  100  P.  &  V. 

9. 

(( 

13-50 

74-46 

12-04  =  100  Koch. 

10. 

(( 

14-05 

72-72 

13-23=  i  00  Terrell. 

11. 

u 

15-07 

74-76 

10  17  =  100  Sullivan. 

12. 

(( 

15-(i2 

74-87 

11  11  =  100  SuUivan. 

13. 

u 

15-13 

7i-34 

10-53  =  100  Sullivan. 

14. 

Guipuzcoa 
Taft,  Persia 

15-Ul 

73-88 

11-11  =  100  Bonnet. 

15. 

(1)  15-n 

73-35 

11-13=99-65  Goebel. 

16. 

Arkansas 

1501 

73-26 

11-81  =  100-08  Elderhorst. 

The  compact  mineral  loses  2-04  p.  c.  of  water  and  carbonic  acid  on  heating  to  130°  C.^  and  14-42- 
p.  c.  more  on  heating  for  6  h.  to  150^^  to  180'  C.  (Sullivan). 

Schoniclien  describes  (B.  H.  Ztg.,  xxii.  164)  a  snow-white,_  massive,  subtranslucent  material 
from  near  La  Nestosa  in  Guipuzcoa,  Spain,  which  contained  Si  31-60,  ^^1  26-43  —  20-27,  Zn  21-86 
—  28-45,  H  18-32  —  19-65.    It  is  probably  a  mixture  of  hjdrozincite  and  kaohnite. 

Pyr.,  etc. — In  the  closed  tube  yields  water ;  in  other  respects  resembles  smithsonite. 

Obs. — Occurs  at  most  mdnes  of  zinc,  and  is  a  result  of  the  alteration  of  the  other  ores  of  this 
metal. 

Found  in  great  quantities  at  the  Dolores  mine,  Udias  valley,  province  of  Santander,  in  Spain, 
along  with  calamine,  smithsonite,  and  blende,  covering  the  floor  of  an  extensive  cavern  to  a  depth 
of  a  yard  and  a  half,  and  hanging  in  dazzling  white  branching  stalactites  from  the  roof;  part  is 
concretionary,  pisolitic,  nodular;  it  is  intimately  mixed  with  sihcate  of  zinc,  and  is  pseudomor- 
phous  after  it ;  and  opal-like  masses  of  silicate  and  hydrous  carbonate  are  common,  formed  by 
the  falling  of  drops  of  water  holding  the  silicate  in  solution. 

Also  occurs  in  the.  neighboring  province  of  Guipuzcoa,  Spain,  near  La  Nestosa,  at  the  mines  of 
Las  Xieves  and  La  Augustina ;  at  Bleiberg  and  Raibel  in  Carinthia ;  near  Reimsbeck,  in  West- 
phalia ;  in  HoUenthal,  on  the  Zugspitze  in  Bavaria ;  at  Taft  in  the  province  of  Jesd  in  Persia. 

In  the  U  States,  at  Friedensville,  Pa. ;  at  Linden,  in  Wisconsin,  as  a  concretionary  fibrous 
white  crust  on  smithsonite ;  in  Marion  Co.,  Arkansas  {ma7ioniie),  in  concentric  and  contorted 
laminte  and  botryoidal  crusts. 

Beudant's  name  zinconise,  from  zinc  and  xdvis,  powder,  has  priority,  but  is  too  badly  formed  to 
be  retained. 

Artif. — Deposited  when  hot  solutions  of  zinc  salts  in  water  are  decomposed  by  carbonates  of 
the  alkalies.  The  white  substance  formed  on  zinc,  when  moistened  and  exposed  to  the,  air,  is  a 
related  compound,  containing,  according  to  Bonsdorfi',  C  14-19,  Zn  71-25,  H  14  56  =  100,  agreeing 
with  Smithson's  analysis  above. 

750.  AURICHALCITE.  Calamine  verdatre  (containing  "une  bonne  quantite  de  cuivre  "), 
Mine  de  Laiton  [= Brass-ore].  Fatrin,  Apergu  d.  Mines  en  Siberie,  in  J.  de  Phys.,  xxxiii.  81, 
1788.  Mine  de  Laiton  de  Pise  en  Toscane,  Aurichalcum  of  the  ancients  ?,  Sage,  J.  de  Phys., 
xxxviii.  155,  1791.  Messingbliithe  Gerin.  Aurichalcit  Bottger,  Pogg.,  xlviii.  495,  1839. 
Buratite  Delesse,  Ann.  Ch.  Phys.,  III.  xviii.  478,  1846.    Orichalcit  Glockei;  Syn.,  230,  1847. 

In  acicular  crystals  forming  drusj  incrustations ;  also  columnar,  diver- 
gent; plumose  ;  granular ;  also  laminated. 

H.  =  2.  Lustre  pearly.  Color  pale  green,  verdigris-green;  sometimes 
sky-blue.    Streak  pale  greenish  or  bluish.  Translucent. 

Comp.,  Var. — A  cuprous  hydrozincite.  For  the  original  aurichalcite,  0.  ratio  for  Cu,  Zn,  C, 
H=2  :  3  :  4  :  3.  2CuC  +  3  2nH,  BOttger;  or  2  2n  C  +  3  (Cu,  2n)  H= Carbonic  acid  16-2,  oxyd 
of  copper  29-2,  oxyd  of  zinc  44-7,  water  9-9  =  100. 

For  huraiite,  or  the  so-called  lime-aurichalcite,  according  to  Delesse,  ]&  C  +  RIf,  in  which  R,= 
Cu,  Zn,  Ca,  in  the  ratio  10  :  14  :  1  in  the  Chessy  mineral,  and  7  :  8  :  3  in  the  Altai.  But  the 
lime  is  probably  from  mixed  calcite,  as  suggested  by  Berzehus ;  and,  this  removed,  the  formula 
is  that  abo-/e  given,  as  shown  by  Eisse. 

A  Santander  variety,  analyzed  by  Risse,  containing  much  less  copper  (anaL  6,  7),  affords  the 
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formula  (Cu.  Zn)  C  +  2  Zn  H,  with  Cu  to  Zn  in  the  first  member  as  3:1,  the  0.  ratio  for  (  u, 
Zn,  C,  H  being  3:9:8:8. 

Analyses:  1,  2,  Bottger  (1.  c);  3,  Connel  (Ed.  K  Phil.  J.,  xlv.  36);  4,  5,  Delesse  (1.  c);  G,  7 
H,  Risse  (Verb,  nat,  Yer.  Bonn,  95,  1865): 


C  H 

Cu 

Zn 

Ca 

1. 

Altai,  Aurichalc. 

lG-06  9-95 

28-19 

45-84 

=  100-06  Bvittger. 

2. 

16-08  9-93 

28-:^6 

45-62 

=  99-99  Bottger. 

3. 

Matlock,  " 

27-5 

32  5 

42-0 

tr.-- 

=  102*5  Counel. 

4. 

Altai,  Buratiie 

2145   

29-46 

32-02 

8-62 

=  100  Delesse. 

5. 

Chessy,  " 

19-88   

29  00 

41-19 

2-16 

=  99-85  Delesse 

6. 

Santander 

14  08    10  80 

18-41 

55  29 

) 

gaague  l-86=l<iu-44  Risse. 

7. 

u 

24  69 

16-03 

56-b2 

) 

gangue  i-69  =  99-23  Risse. 

Pyr.,  etc. — In  the  closed  tube  blackens,  and  yields  water.  B.B.  infusible;  colors  the  ttama 
deep  green.  With  soda  on  charcoal  gives  a  coating  of  oxyd  of  zinc,  yellow  while  Lot  and  white 
on  cooling;  moistened  with  cobalt  solution  and  heated  in  O.F.  the  coating  becomes  green;  the 
fused  mass  removed  from  the  coal  and  triturated  in  a  mortar  affords  minute  globules  of  copper. 
With  the  fluxes  reacts  for  copper.    Soluble  in  acids  with  eftervescence. 

Obs. — Aurichalcite  occurs  at  Loktefskoi,  at  a  copper  mine  of  the  Altai,  where  it  is  associated 
■with  calcite  and  hmonite,  sometimes  forming  a  drusy  covering  upon  these  minerals  ;  at  Matlock, 
in  Derbyshire,  of  a  pale  green  color,  laminated  structure,  and  pearly  lustre;  at  Roughten-Gill.  in 
Cumberland;  Leadhills,  Scotland;  zinc  mines  of  the  province  of  Santander,  Spain.  In  the  U. 
States,  at  Lancaster,  Pa.  (Taylor,  Am.  J.  Sci.,  IT.  xx.  412). 

The  buratite  comes  from  Loktefskoi ;  Chessy,  near  Lyons ;  Framont,  Tyrol ;  Retzbanya,  in 
Hungary,  in  microscopic  rhombic  or  rhombohedral  tables,  and  also  oblong  rectangular  forms  (a 
mineral  lately  proved  to  be  calciferous) ;  Campigha  in  Tuscany. 

The  mineral  aurichalcite  was  first  described  as  a  greenish  variety  of  calamine  by  Patrin,  in 
1788  (1.  c),  and  called  Brass  ore  (Mine  de  Laiton),  "because,"  as  he  says,  ''the  compound  of 
copper  and  zinc  is  here  made  by  nature."  Among  the  brass  or  copper  ores  of  the  ancients, 
av.  rich  oleum  was  reputed  the  best  (i'hny,  xxxiii.  2);  and  Sage  was  thence  led  to  suggest  (1.  c, 
1791)  that  the  cuirriferous  calamine  (which  aflbrded.  as  he  showed  by  experiment,  the  best  of 
brass,  without  the  addition  of  either  copper  or  zinci  might  be  the  ancient  auriclwlcum.  As  the 
ore  is  a  scarce  one,  this  is  not  at  all  probable.  But  the  idea  explains  the  use  of  the  word  for  the 
species.  In  addition,  it  is  to  be  said  that  brass  (or  an  aUay  related  to  it)  was  called  aurichalcura 
by  Yirgil  and  Horace,  and  also  in  the  middle  ages. 

The  Latin  word  aurichalcura  is  regarded  by  some  good  authorities  as  derived  from  'ooft y^Ako? 
{^mountain  brass):  and,  in  fact,  the  Latin  poets  just  mentioned  wrote  it  orichalcum.  But  others 
regard  it  as  a  hybrid  word  (from  the  Latin  aururn,  gold,  and  Y«'^f''f,  brass  or  bronze),  and  .the  o  of 
the  poets  as  an  example  of  the  admissible  change  in  Latin  of  au  to  o.  Glocker,  in  view  of  the 
first  of  these  derivations,  changes  aurichalcite  to  orichalcite;  but,  whatever  the  derivation,  as  the 
use  of  aurkhalcuni  dates  from  before  Pliny's  time,  we  moderns  may  as  well  let  it  stand  without 
correction. 

750A.  ZiXKAZURiTE  Breith.,  B.  H.  Ztg.,  1852,  101.  A  blue  mineral  in  small  crystals,  having 
G-.  =  3-49,  from  the  Sierra  Almagrera  in  Spain.  Heated,  it  affords  a  little  water,  with  the  reactions 
of  copper  and  zinc.  According  to  Plattner,  it  consists  of  sulphate  of  zinc,  carbonate  of  copper, 
and  some  water. 

751.  MALACHITE.  Xpi>(7.^dXXa  pt.  Theophr.,  Dioscor.,  etc.  'i'evSiis  I.ad-jayS.s  [False  Emerald 
of  Copper  Mines]  pt.,  Theophr.  ChrysocoUa,  ^^folochites,  pt.,  Plin.,  Agric.  Berggriin,  Germ. 
Molochit,  Agric,  Interpr.,  1546.  ^rugo  nativa,  Viride  montanura  pt.,  Koppargron,  Barggri,nt 
pt.,  Malachit,  Wall,  Min.,  278,  279,  1747.  Gmxre  carbonate  vert  LAbbe  Fontana.  J.  de  Phys..  ii. 
509,  1778,  proving  the  existence  of  a  green  carbonate.  Green  Carbonate  of  Copper;  Green 
Malachite  ;  Mountain  Green  pt.    Berggriin  pt.  Gerui.    Atlaserz  [fib.  var.]  Germ. 

Monoclinic.  C=SS°  32';  7  A  1=104:°  28',  i-i  A  -1-?:=118°  lo^  Zepharo- 
vich  ;  a:h:  (2=0'51L55  : 1  :  1*2903.  Observed  planes :  0  ;  vertical,  /, i-\ ; 
liemidoiiies,  -J-^',  -i--?',  ^-i  ;  liemioctahedral,  ^,  i-2,  f-3.  0  A  i-{= 
1)1^  28',  I A  i-i=l^r  Itt' ;  1 A  1=107°,  i  A  J-2  =  168°,  i-2  A  1-2  =  157°  30'— 
156°  38'  (obs.  by  Lang.j,        A        reentering  angle  in  twin,f.  6ll,=:123'= 
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22',  Zeph.  obs.  ;  A  ^-i,  reent.  in  twin,  163°  20'— 36',  Lang  obs.  Com- 
mon form,  f.  611 ;  also  same  with  other  terminal  planes  ;  also  with  i-i 
wanting;  also  with  i-l  very  large,  making  a  rectangular  prism  ;  also 
with  tlie  verrical  prism  very  short,  as  in  f.  612.  Crystals  rarely  siniple. 
Twins  :  composition-face  i-i,  f.  611  ;  the  reentering  angle  varying  with  the 
terminating  planes  ;  often  penetration  twins,  as  in  f.  612,  in  which  the  upper 
and  lower  halves  in  front  are  continued  respectively  in  the  lower  and  npper 
lialves  behind,  as  illustrated  in  f.  612a,  a  clinodiagonal  vertical  section  of 
612  ;  also  under  the  terminal  planes  of  611  in  613.  Cleavage  :  basal,  highly 


611 


612 


612a 


perfect ;  clinodiagonal  less  distinct.  Usually  massive  or  incrusting,  with 
surface  tuberose,  botryoidal,  or  stalactitic,  and  structure  divergent;  often 
delicately  compact  fibrous,  and  banded  in  color ;  frequently  granular  or 
earthy. 

H.  =  3"5— 4.  G.  =  3'7— 4'01.  Lustre  of  crystals  adamantine,  inclining 
to  vitreous  ;  of  fibrous  varieties  more  or  less  silky ;  often  dull  and  earthy. 
Color  bright  green.  Streak  paler  green.  Translucent — subtranslucent — 
opaque.  Practure  subconchoidal,  uneven. 

Comp.— Cu''^C+H=:Cn  C  +  Cu  H= Carbonic  acid  19*9,  protoxyd  of  copper  7T9,  water  8-2=100. 
Analyses:  1,  Klaproth  (Beitr.,  ii.  287,  1797);  2,  Yauquelin  (Ann.  du  Mus.,  xx.  1);  3,  Phillips  (J. 
Royal  Inst,  iv.  276) ;  4,  J.  L.  Smith  (Am.  J.  ScL,  II.  xx.  249): 


1.  Turjinsk,  Ural 

2.  Chessy 

3.  " 

4.  Phenixville 


C  Cu 

18-0  70-5 

21-25  70iO 

18-  5  72-2 

19-  09  71-46 


H 

11-5  =  100  Klaproth. 

8-  75  =  lo0-10  Vauqnelin. 

9-  3  =  100  PhiUips. 

9-02,  3Fe  0-12  =  99-69  Smith. 


Fontana,  the  first  analyst  of  the  species,  obtained  (1.  c.)  C  19-4,  H  5-6,  leaving  75  p.  c.  for  the 
copper.  Other  analyses  :  ores  from  the  Urals  and  Finland,  by  A.  E  Nordenskiold  (Act.  Soc.  Scl 
Fenn.,  iv.  607);  Ural,  by  Struve  (Verh.  Ges.  St.  Petersb.,  1850-51,  103). 

Pyr.,  etc. — In  the  closed  tube  blackens  and  yields  water.  B.B.  fuses  at  2,  colorin<^  the  flamtt 
eraerald-oTcen ;  on  charcoal  is  reduced  to  metallic  copper ;  with  the  fluxes  reacts  like  melacouite. 
Soluble  in  acids  with  effervescence. 

Obs. — Green  malachite  accompanies  other  ores  of  copper.  Perfect  crystals  are  quite  rare. 
Occurs  abundantly  in  the  Urals ;  at  Chessy  in  France,  in  the  old  mine  at  Saudlodge,  in  Shetland; 
at  Schwatz  in  the  Tyrol;  in  Cornwall  and  in  Cumberland,  England;  Sandlodge  copper  mine, 
Scotland ;  Limerick,  Waterford,  and  elsewhere,  Ireland  ;  at  Grimberg,  near  Siegen.  in  Germany. 
At  the  copper  mines  of  Nischne  Tagilsk,  belonging  to  M.  Deraidoff,  a  bed  of  malaclnte  was  opened 
which  yielded  many  tons  of  malachite;  one  mass  measured  at  top  9  by  18  ft. ;  and  the  portion 
uncovered  contained  at  least  half  a  million  pounds  of  pure  malachite.  Also  in  handsome  masses 
at  Bembe,  on  the  west  coast  of  Africa ;  with  the  copper  ores  of  Cuba ;  Chili ;  Australia. 
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Occurs  in  Conn.,  at  Cheshire.  In  N.  Jersey^  at  Schuyler's  mines,  and  still  better  at  New  Bruns- 
wick. In  Fennsylvania,  in  the  Blue  Ridg-e,  near  Nicholson's  Gap ;  near  Morp'autown.  Berks 
County;  at  Cornwall,  Lebanon  Co.,  in  good  specimens;  at  the  Perkiomen  and  Phenisville  lead 
mines.  In  Maryland,  between  Taneytown  and  Newmarket,  E.  of  the  Monocacy;  in  the  Catoctiu 
Mts.  In  U7.<cV7//.s7//,  at  the  copper  mines  of  Mineral  Point,  and  elsewhere.  In  California,  at  Hughes's 
mine,  in  Calaveras  Co. 

G-reen  malachite  admits  of  a  high  polish,  and  when  in  large  masses  is  cut  into  tables,  snuff- 
boxes, vases,  etc. 

Named  fro;n  fia^a-^fi,  ma/loivs,  in  allusion  to  the  green  color. 

Recent  papers  on  cryst.,  v.  Lang,  Phil.  ]\Iag,  IV.  xxv.  432,  xxviii.  502  ;  v.  Zepharovich,  Bcr. 
Ak.  Wien,  li.  112  ;  Hessenberg  Min.  Not.,  Nos.  hi.  vi.  vii, 

751  A.  Mysorix.  Massive.  G.  =  2-62.  .'-oft.  Color  blackish-brown,  when  pure ;  usually  green 
or  red,  from  mixture  with  malachite  and  red  oxyd  of  iron.    Fracture  conchoidal. 

Coinp. — According  to  Thomson  (Min.,  i.  GUI,  183G),  Carbonic  acid  16-70,  oxyd  of  copper  GO'To, 
sesquioxyd  of  iron  (inechauically  mixedj  19"50,  silica  2-10.  loss  fVtS.  Gives  no  water  in  ;i  glass  tube. 
Occurs  at  Mysore,  in  Hindostan.  Although  stated  to  be  anhydrous,  it  may  be  an  impure  mala- 
chite. 

751B.  Lime-Malachite  (Kalk-malachit  ZincJcen,  B.  H.  Ztg-..  i.  1842).  Massive,  reniform,  botry- 
oidal;  structure  fibrous  and  fohated.    H.  — 2-5.    Lustre  silky.    Color  verdigris-green. 

From  Zincken's  trials  it  is  a  hydrous  carbonate  of  copper,  with  some  carbonate  and  sulphate 
of  lime  and  u-on.    From  Lauterberg-  in  the  Harz. 

762.  AZURITE.  Cieruleum,  Lapis  armenius  pt.,  Pl/n.,  xxxiii.  57,  Cseruleura,  Germ.  Lasur, 
Berglasur  pt.,  Agric,  217,  etc.  Koppar-Lazur,  Cuprum  lazureum,  Casruleum  montanum.  Wall., 
Min.,  280,  1747.  Bleu  de  montagne,  Cuivre  azuree,  Fr.  Trl.  Wall,  i.  506,  1753.  Kupferlasur 
Wern.  Bergblau  Germ.  Abbe  Fontana,  J.  de  Phys.,  ii.  1778  (with  anal,  making  it  a  carbon- 
ate). Blue  Carbonate  of  Copper,  Blue  malachite,  Chessy  Copper.  Azure  Copper  Ore,  Cuivre 
carbonate  bleu  jFr.  Azmite  Feud.,  Tr.,  417,  1824.  Lasur  Haid.,  Handb.,  508,  1845.  Chessy- 
lite  F.  &  M.,  Min.,  594,  1852.    Lasurit  v.  Kobell,  Tafeln,  32,  1853. 


JMonoclinic.    6^=87°  39' ;  I^  32',  0  A  1-1=138°  11' ;  a:h:  g= 

1'039  :  1  :  1*181.    Observed  planes:  0;  vertical,  7,  i-i,  i-7,  '/-2.  i-f;  ^-2  ; 
clinodomes,  ^4,  ^4,  f-z,       f-1,  14,  f4,  2-z,  3-1 ;  hemidouies,  2-/, 
-l-^,  -24  ;  liemioctahedral,  |,  1,  2,  -1,  -2 ;  2-2,  4-1: ;  -|-2,  |-2,  f-2,  4-2,  -2-2, 
-J-2  ;  |-3.    0  iisiiallj  striated  parallel  with  the  clinodiagoiial. 

O  A  7=91°  18'  i-i  A  i-i=llc>°  35'  614 

0  A  i-i=z92  21  l-l  A  1-1,  bas.,  =  82  38 

0  A  1-^=132  43  2-1  A  2-2,   "    =120  46 

0  A  1  =  125  8  i-2  A  ^'-2=134  8 

0  A  2  =  108  35  i-f  A  ^'-1=121  10 

0  A  -1  =  127  28  i-2  A  i-2  =  llS  50 

1  A  1,  front,  =  116  7      i-i  A  2-^=153  51 
-lA-1,  "  =118  16       ^'-^  A  7=139  46 
i-i  A  l-^=134  56 

Cleavage  :  2-1  rather  perfect ;  i-i  less  distinct ;  I  in  traces.  Also  massive, 
and  presenting  imitative  shapes,  having  a  columnar  composition  ;  also  dull 
and  earthy. 

H.  =  3'5— 4*25.  G.  =  3-5  — 3*831.  Lustre  vitreous,  almost  adamantine. 
Color  various  shades  of  azure-blue,  passing  into  berlin-blue.  Streak  blue, 
lighter  than  the  color.  Transparent — subtransl^icent.  Fracture  conchoidal. 
Brittle. 

Comp. — 2  Cu  C+Cu  i[=Carbonic  acid  25-6,  oxyd  of  copper  69-2,  water  5-2  =  100.  Analyses  . 
1.  Ellaproth  (Beitr.,  iv.  31,  1807);  2.  Phillips  (J.  Roy.  Institution,  iv.  276);  8,  Vauquelin  (Ann.  du 
Mns.,  XX.  1) ;  4,  J.  L.  Smith  (Am,  J.  Scl,  II.  xx.  25U)  : 
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C  H 

1.  Turjinsk  24  70  6  =  100  Klaproth. 

2.  Chessj  25-46  69-08  5-46  =  100  Phillips. 

3.  "  25  0  68-5  6-5  Vauquelin. 

4.  PhenixvOle       24-98  69-41  5-84  =  100-23  Smith. 

Abbe  Fontana  obtained  (1.  c.)  C  31'42,  Cu  68-573,  with  only  1-007  of  water. 
Pyr.,  etc. — Same  as  in  malachite. 

Obs.—  Occurs  in  splendid  crystallizations  at  Chessy,  near  Lyons,  whence  it  derived  the  name 
Chessy  Co'pper.  Also  in  fine  crystals  in  Siberia ;  at  Moldawa  in  the  Bannat ;  at  Wheal  BuUer, 
near  Redruth  in  Cornwall ;  also  in  Devonsliire  and  Derbyshire,  England ;  in  small  quantities  at 
Alston-Moor  and  Wanlockhead,  etc.;  at  Porto  Cabello,  S.  A. 

Occurs  in  Fenn.,  at  the  Perkiomen  lead  mine,  in  indifferent  specimens,  associated  with  gale- 
nite,  blende,  and  cerussite ;  at  Phenixville,  in  crystals ;  at  Cornwall,  ui  crystals  on  red  shale ; 
near  Nicholson's  Gap,  in  the  Blue  Ridge.  In  N.  York,  near  Sing  Sing.  In  N.  Jersey,  near  New 
Brunswick.  In  Wiscomin,  at  the  old  copper  diggings  near  Mineral  Point,  in  good  crystals  ;  also 
at  the  Bracken  mine,  in  smaU  but  tine  crystals.  In  California,  Calaveras  Co.,  at  Hughes's  mine, 
in  crystals. 

When  abundant,  azurite  is  a  valuable  ore  of  copper.  When  ground  to  an  impalpable  powder, 
it  forms  a  bhie  paint  of  a  bright  tint ;  but  it  is  of  little  value  as  a  pigment,  on  account  of  its  lia- 
bility to  turn  green. 

Alt. — Azurite  occurs  altered  to  malachite  through  the  addition  of  carbonic  acid. 

752A.  Atlasite  JBreiih^B.  H.  Ztg.,  xxiv.  310,  1865.  A  carbonate  of  copper  from  Chaiiarcillo  in 
Chih,  containing  chlorine.  It  much  resembles  atacamite.  It  is  coarse  or  fine  columnar,  with 
H.  =  3— 4;  G.  =  S-889— 3-869 ;  lustre  vitreous  to  silky;  color  between  celandine  and  emerald- 
green,  nearer  the  first;  streak  verdigris-green.    T.  Erhard  obtained  for  it  (1.  c.) : 

C  16-48       Cu  70-18       H  9-30       CI  4-14       gangue  0-70  =  100-80, 

whence  he  derives  the  formula  7  (Cu^  C  4-H)+Cu  C1  + 3  U,  equivalent  to  7  of  malachite,  1  of  a 
hydrous  chlorid  of  copper. 

According  to  this  formula  the  mineral  consists  of  14  Cu,  10  H,  1  Cu  CI.  If  now  the  Cu  CI  is 
from  mixed  atacamite,  it  is  combined  with  3  Cu  H.  The  remainder,  1 1  Cu,  7  C,  7  H,  corresponds, 
excepting  an  excess  of  water,  very  nearly  to  the  composition  of  azurite  ;  11  Cu,  7^  C,  3|-  H,  would 
be  precisely  azurite.  Atlasite  may,  therefore,  be  a  mixture  of  about  3^  parts  of  azurite  with  1 
part  of  atacamite. 

753.  BISMUTITE.    Bismutit  Breiih.,  Pogg.,  liii.  627,  1841.    Kohlensaures  Wismuthoxyd, 
Wismuthspath,  Germ.    Bismuthite.    Carbonate  of  Bismuth. 

In  im])lanted  acicular  crystallizations  (pseudomorplions) ;  also  incrusting 
or  amorphous ;  pulverulent. 

H.=4— 4*5  ;  3'5,  specimens  that  have  lost  their  lustre;  earthy,  I'o. 
G.  =  6'86— 6-909,  Breith. ;  7'67,  from  South  Carolina,  Kammelsberg.  Lus- 
tre vitreous  when  pure ;  sometimes  dull.  Color  white,  mountain-green, 
and  dirty  siskin-green  ;  occasionally  straw-yellow  and  yellowish-gray. 
Streak  greenish-gray  to  colorless.    Subtranslucent — opaque.  Brittle. 

Comp.— Accordmg  to  Plattner's  examinations  (Pogg..  liii.  727),  it  is  a  carbonate  of  bismuth, 
containing  some  iron  and  copper  (perhaps  a  carbonate  of  each),  and  also  sulphuric  acid. 

Rammelsberg  examkied  specimens  from  Soutli  CaroHna,  probably  of  this  species,  and  obtained 
the  formula  3  (BiO  +  H)  +  Bi  H  (  =  Bi-*  C'H'')=Oxyd  of  bismuth  90-1,  carbonic  acid  6-4,  water 
3-5  =  100.  Analyses:  1,  Rammelsberg  (Pogg,  Ixxvi.  564,  1&49);  '2,  3,  Genth  (Am.  J.  Sci.,  II. 
xxiii.  427) : 

C  Bi  H 

1.  Chesterfield  Dist.    6-56       90-00       3-44=100  Ramm. 

2.  "  "      7-04       89-05       3-91  =  100  Genth. 

3.  "  "       7-30       87-67       5-03=  100  Genth. 


Pyr.,  etc. — In  the  closed  tube  decrepitates  and  gives  off  water.  B.B.  fuses  readily,  and  on 
charcoal  is  reduced  to  bismuth,  and  coats  the  coal  with  yellow  oxyd  of  bismuth.    Dissolves  ic 
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nitric  acid,  with  slight  effervescence.  Dissolves  in  muriatic  acid,  affording  a  deep  yellow  solu- 
tion. 

Obs. — Bismutite  occurs  at  Schneeberg  and  Johanngeorgenstadt,  with  native  bismuth,  and  near 
Hirsehberg  in  Russian  Voigtlaud,  with  brown  iron  ore,  native  bismuth,  and  bismuthinite  ;  at 
Joachim stlial ;  near  Baden ;  also  in  the  gold  district  of  Chesterfield,  S.  C,  at  Brewer's  mine,  in 
porous  yehowish  masses,,  sometimes  reddish  from  oxyd  of  iron  ;  surface  of  fracture  white  and 
vitreous,  resembling  somewhat  calamuie ;  in  Gaston  Co.,  N.  C,  in  yeUowish-white  concretions. 

7 53 A.  With  the  bismutite  of  Joachimsthal  occurs  another  bismuth  carbonate,  in  thin  longish 
crystals,  vitreous,  siskin-green  to  clove-!  irowu,  translucent.  It  contains,  according  to  Lindacker 
(Yogi's  Min.  Joach.,  IHSt,  oxyd  of  bismuth,  carbonic  acid,  water,  silica:  effervesces  with  acids, 
and  B.B.  gives  bismuth  reactions. 

754.  LIEBIGITE.    J.  L.  Smith,  Am.  J.  Sci,  II.  v.  336,  1848,  and  xi.  259.  Uran-Kalk-Car- 
bonat  Vogl,  Jahrb.  G.  Eeichs.,  iv.  221,  1853. 

In  mammillary  concretions,  or  thin  coatings  ;  cleavage  apparent  in  one 
direction. 

H.=2— 2*5.  Lustre  of  fracture  vitreous.  Color  beautiful  apple-green. 
Transparent. 

Comp. — ^  C+Oa  C  +  20 T[= Carbonic  acid  11-1,  oxyd  of  uranium  36'2,  lime  7-1,  water  45-6; 
or  2Ca  C  +  6'^C  +  36H,  Ramm.,=0  9-02,  ^  39-12,  Ca  7-67,  H  44i9  =  100.  Analysis  by  J.  L. 
Smith  (1.  c.) : 

C  10-2  ©  38-0       Ca  8-9  fl  45-2 

Pyr.,  etc. — In  a  matrass  yields  much  water  and  becomes  yellowish-gray.  At  redness  it 
blackens,  without  fusing,  and  on  cooling  returns  to  an  orange-red  color.  At  a  higher  heat  it 
blackens,  and  remains  so  on  cooling.  With  borax  it  gives  a  yellow  glass  in  the  outer  flame,  and 
a  green  glass  in  the  inner.  Dissolves  readily  in  dilute  acids  with  effervescence,  and  affords  a 
yellow  solution,  with  the  reaction  of  uranium  and  lime 

Obs. — Occurs  with  medjidite  on  pitchblende,  near  Adrianople,  Turkey;  also  at  Johanngeorgen- 
atadt  and  Joachimsthal.  Dr.  Smith  states  that  both  the  lime  and  uranium  of  this  salt  are  derived 
from  the  pitchblende. 

A  related  mineral  from  Ehas  mine,  near  Joachimsthal,  has  been  examined  by  Yogi  and  J.  Lin- 
dacker (.Jahrb.  G.  Reichs.,  iv.  221,  lb5o).  It  occurs  in  scaly  aggregations  on  pitchblende,  has  a 
siskin-green  color,  and  a  pearly  lustre  on  a  cleavage-face;  subtransparent  to  translucent;  H.= 
2'5  — 3.  B.B.  on  charcoal  infusible  ;  with  borax  and  salt  of  phosphorus  the  reaction  of  uranium. 
Dissolves  with  effervescence  in  sulphuric  acid,  a  white  deposit  being  thrown  down;  solution  in 
sulphuric  and  muriatic  acids  green,  in  nitric  acid  yellow. 

Composition,  according  to  J.  Lindacker  (1.  c),  U0  +  CaC  +  5H=C  24-18,  U  37-03,  Ca  15-55,  H! 
23  34  =  100.    Mean  of  three  analyses  : 

C  23-86       iJ  37-11       Ca  15-56       tL  23'34=99'87. 

These  carbonates  are  produced  by  the  action  of  carbonated  waters  on  the  sulphates. 

755.  VOGLITS.    Uran-Kalk-Kupfer-Carbonat  Vogl,  Jahrb.  G.  Reichs.,  iv.  222,  1853.  Yoglit 

Eaid.,  ib.,  223. 

In  aggregations  of  crystalline  scales.  Scales  rhoraboidal  somewhat  like 
gypsum,  with  angles  of  100^  and  80°,  Haid. 

Lustre  pearly.    Color  emerald-green  to  bright  grass-green.  Dichroic. 

Comp.— 2  UC  +  2  CaC  +  Cu^C'-t-U  H,  Lindacker,  from  his  analysis  (Jahrb.  G.  Reichs.,  iv 
222): 

C  26-41       U  37-00       Ca  14*09       Cu  8-40       H  13-90=100. 


Pyr.,  etc.— In  the  closed  tube  blackens  and  yields  water.    B  B.  in  the  platmum  forceps  infti 


718 


OXYGEN  COMPOrXDS. 


sible,  colors  the  flame  deep  green  ;  if  moistened  with  muriatic  acid  the  flame  is  momentarily  blue 
With  soda  on  charcoal  yields  metallic  copper.  With  borax  in  O.F.  the  bead  is  yeUow  while  hot 
and  reddish-brown  on  coohng;  in  R.E.  green  while  hot  and  clouded  when  cold.  Soluble  inacida 
with  effervescence. 

Obs. — From  the  Elias  mine,  near  Joachimsthal,  implanted  on  pitchblende. 


8.  OXALATES. 


756.  WHEWELLITE.    Oxalate  of  Lime  H.  T.  Broole,  Phil.  Mag.,  III.  xvi.  449,  1840.  Oxa- 
calcite  Shepard,  Min.,  Ill,  1844.    Whewellite  B.  &  M.,  Min.,  623,  1852. 

MoDoclinic.  (7=72°  41^  /A  7=100°  36\  0  A  14  = 
127°  25' ;  a\h\  c=l-571:5  :  1  :  1-1499.  Observed  planes 
as  in  the  annexed  figure.  0  A  /=103°  14',  0  A 
109°  28',  O  A  -i-=14i°  6',  /A  ^'4=129°  42'.  Cleavage 
parallel  with  0 ;  less  perfect  parallel  with  7,  and  the  longer 
diagonal.  All  the  planes  bright  except  7  and  which 
are  vertically  striated.    Twins  :  composition-face 

H.=2*5  — 2'75.  Lustre  like  that  of  sulphate  of  lead. 
Yery  brittle.    Fracture  conchoidal. 

This  species,  an  oxalate  of  lime,  was  observed  by  Brooke  in  crystals 
from  a  tenth  to  a  fourth  of  an  inch  broad  on  calc  spar ;  the  locality  of  the 
spar  is  not  known. 

The  name  oxacalcite  proposed  by  Shepard  is  badly  formed,  and  should  yield  to  Brooke  & 
Miller's,  after  Prof.  Whewell  of  Cambridge. 

757.  Thterschite  Liebig,  Ann.  Ch.  Pharm.,  Ixxxvi.  113.  1853.  An  oxalate  of  lime,  occurring 
as  a  grayish,  warty,  and  somewhat  opaline  incrustation,  about  a  line  thick,  on  the  marble  of  the 
Parthenon,  Athens.  A  complete  analysis  has  not  yet  been  made.  Its  origin  is  attributed  to  the 
action  of  some  kind  of  vegetation  on  the  marble.  It  is  probably  identical  with  whewellite. 
Named  after  P.  v.  Thiersch,  the  discoverer. 

755.  HUMBOLDTINE.  Faser  Resin  (Honigsteinsaurer  Eisen?)  Breith.,  Char.,  75,  1820.  Hum- 
Doldtine,  Oxalsaures  Eisen,  M.  de  JRivero,  Ann.  Ch.  Phys.,  xviii.  207,  1821.  Eisen-Resin  Breith., 
Glib.  Ann.,  Ixx.  426,  1822.  OxaHt  Breith.,  Char.,  1823.  Humboldtit  Leonh.,  Handb.,  789, 
1826. 

Li  capillary  forms ;  also  botryoidal  and  in  plates,  or  earthy ;  structure 
fibroQS  or  compact. 

H.  =  2.  G.= 2-13— 2-489.  Dull  or  slightly  resinous.  Color  yellow. 
Fracture  uneven,  earthy.  Acquires  negative  electricity  by  friction,  when 
insulated. 

Com/'.— 2  Fe  <@  + 3  fl:= Oxalic  acid  42*1,  protoxyd  of  iron  42-1,  water  15-8=100.  Analysis  by 
Kammx  Mberg  (Pogg.,  xlvi.  283): 

41-13  Oxalic  acid  42-40  (loss)  16-37  =  100. 

Mam.- 1  de  Rivero  obtained  (1.  c.)  Oxalic  acid  46-14,  and  protoxyd  of  iron  53-86,  with  no  water. 
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Rammelsberg  (Pogg..  liii,  631,  1841)  has  confirmed  his  former  analysis,  and  show'n  that  the  iron 
is  all  protoxyd. 

Pyr.,  etc.— In  the  closed  tube  yields  water,  turns  black,  and  becomes  magnetic.  B.B.  on  char 
coal  is  colored  at  first  blaclc,  but  later  red,  and  with  the  fluxes  reacts  for  oxyd  of  irou. 

Obs. — Occurs  in  brown  coal  at  Koloseruk,  near  Bilin,  Bohemia;  at  Gross- Almerode,  in  Hessia, 
and  according  to  T.  S.  Hunt,  at  Kettle  Point,  in  Bosanquet,  Canada,  as  an  incrustation  on  black 
shales,  soft,  earthy,  sulphur-yellow  (Logan's  Report,  1850,  1863). 
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VI.  HYDROCARBOX  COMPOUNDS, 


ARRAXGEMEXT  OF  THE  SPECIES. 
L  SI^LE  HYDROCARBOXS. 

1.  Maesh-G-as  Sebies.  —  General  formula  GnHon  4. 2. 

1.  NAPHTHA  GROUP.— Liquids. 

761.  Tetetlic  Hydrid         -GiHio  764.  Heptylic  Htdrid  €-Hi« 

762.  Pentylic  Htdrid         -GsHia  765.  Octylic  Htdrtd  -GeHig 

763.  Hexylic  Hydred  ■G6H14  766.  Xonylic  Hybrid  -GgHzo 

There  are  also  in  nature  the  gaseous  members  of  the  series,  -G  H4,  or  Marsh-gas  (Methjlio 
Hydrid) ;  -Go  Hg,  or  Ethylic  Hydrid;  63  H»,  or  Tritylic  Hybrid. 

2.  BETA-XAPHTHA  GROUP.— Probably  polymeres  of  the  species  of  the  Naphtha  group  by  a 

common  multiple  ;  boiling  point  7^-8^  higher  than  for  corresponding  species  of  the  Naph- 
tha group. 

767.  nG^Hio         769.  nGeHi*         771.  nGgHig 

768.  nG5Hi2         770.  n^THia 

3.  SCHEERERITE  GROUP.— Solid,  or  butter-Uke,  and  tasteless. 

772.  ScHEEREEiTE  nGH^  7T3.  Chbismatite  nGaHa 

2.  Ethylene  Series  or  O'letcs^s.— General  formula  £nB.2a. 

4.  PITTOLIOI  GROUP.— Liquids. 

774.  Decatylexb  "GioHio  776.  I>odecatyle>'e  G12H24 

775.  Exdecatylexe  G^nHaa  777.  Decateitylexe  GisHa, 

5.  PARAFFINE  GROUP.-  Solids,  wax-like ;  tasteless. 

778.  Urpethite  780.  Ozocerite 

779.  Hatchettite  781.  Zietrisikite 

ix. — 782.  Elaterite  783.  Settlts-g  Stoxes  Resen' 

3.  Camphexe  Series. —  Gerieral  formula  ^nK^n-*. 

6.  FICHTELITE  GROUP.— Solid;  without  taste  or  smell;  easily  crystallizable. 

784.  FlCHTEUTE  nGioHie  786.  Dixtte 

785.  Hartite  n-Gi2H2o  787.  Lxolyte 
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4  Bexzole  Series. —  General  Formula 
t.  BEXZOLE  GROUP.— Liquids. 

788.  Benzole  -GsHs  791.  Cumole  ^gHia 

789.  TOLUOLE  -67  Hg  792.  CYilOLE  €ioili4 


790.  Xtlole  -eiHi 


8.  KOXLITE  GROUP.— Solid. 

793.  KONTJTE  nesHfi 

5.  N"APHTHi.LiN  Series. —  General  formula  Ba.^2n-ii' 

794.  Xaphthalin  -610  Hg 
Appendix. — 795.  Idrialite. 

II.  OXYGEXATED  HYDROCARBONS. 

1.  GEOCERITE  GROUP.— Ratio  of  e,  H=l  :  2.  Wax-like. 

796.  GeOCERITE  ^sfHoeOs  797.  GEOilTRICITE  -eaiHesOa 

2.  SUCCIXITE  GROUP.— Ratio  of     H=:5  :  8  to  5  :  84^.    Insoluble  in  alcohol  and  ether. 

[Belovv',  the  ratio  of  £7,  H,  O  is  given  for  the  species,  and  for  better  comparison  the  car- 
bon is  made  40,  without  writing  out  a  formula.] 

798.  COPALITB  40 :  64 :  1  802.  Ambrite  40 :  66  :  5 

799.  SuccixiTE  40  :  64  :  4  803.  Bathvillite  40  :  68  :  4 

800.  Walchowite  40  :  64  :  3J?  804.  Torbantte  ?  40  :  68  :  2 

801.  ?  BUCARAMAXGITB  40  :  66  :  2^ 

3.  XYLORETIXITE  GROUP.  —  Ratio  of  6,  H=5  :  8  to  5  :  8f    Largely  soluble  in  ether,  and 

some  species  in  alcohol. 

805.  Xtloretixite  40  :  64  :  4  806.  Letjcopetrite  40  :  67i  :  2| 

807.  EcoSMiTE  40  :  68  :  2^ 

4.  SCLERETIXITE  GROUP.— Ratio  of     H=5  :  7.    Insoluble  in  alcohol  and  ether. 

808.  SCLERExmTE  40  :  56  :  4 

5.  PYRORETIXITE  GROUP.— Ratio  of  6,  H=5  :  7  to  5  :  6^.    Soluble  in  alcohol  or  ether. 

809.  Jaulingite  (p.  800)      40?  :  60  :  4|-         811.  Rochledeeite  40  :  56  :  6 

810.  PyROBETixiTE  40  :  56  :  4  812.  ScHiANTTE  40  :  52  :  3^ 
810A.  Recssixite              40  :  56  :  3             813.  Gutaquillite  40  :  52  :  6 

6.  Ratio  of  6,  H=5  to  5^  or  less.    Insoluble  in  alcohol  or  ether. 

814.  MiDDLETONiTB  40  :  44 :  2  815.  Stanekite  ?  40  :  44  :  6 

816.  AlTTHBACOXEKITE  40  :  38  :  7| 

46 


722  HYDROCARDON  COMPOUNDS. 

7.  DYSODILE  GROUP.  — Containing  sulphur  in  place  of  part  of  the  oxygen. 
817.  Tasmanite  40:  64  :  3  818.  Dysodile 

Appendix. — 819.  Hircite.  820.  Baikerinite. 


III.  ACID  OXYGEXATED  HYDROCARBONS. 


821. 

Buttrellite 

■©32  H84  O4 

822. 

Geocerellite  (Geoceric  acid) 

H56  04 

823. 

Brucknerellite  (Georetinic  acid) 

•G24  H44  Og 

824. 

SucciNELLiTE  (Succinic  acid) 

■G4  He  O4 

825. 

Retinellite 

■O21  H28  '^3 

826. 

DOPPLERITE 

?  -Gio  H12  O5 

827. 

Melaxellite 

^12  Hio  O4 

ly.  SALTS  OP  ORGANIC  ACIDS. 

t;28.  Mellite  ^IM^+lSfi  -640210.211/^^1+6  aq 

829.  Pigotite 

829A.  Organic  salts  of  iron  Undetermined 
V.  NITROGENOUS  HYDROCARBONS. 

Species  undetermined. 

Appendix  to  Hydrocarbons. 

830.  AsPHALTUM  831.  Mineral  Coal 


The  formulas  above  are  all  written  on  the  new  system.  If  the  number  connected  with  H  is 
halved  in  each  case,  and  the  barred  capitals  are  replaced  by  common  capitals,  they  wiU  then  con- 
form to  the  old  system. 

The  native  hydrocarbons  are  very  imperfectly  known.  Most  of  the  kinds  hitherto  recognized 
in  mineralogy  are  more  analogous  to  rocks  than  minerals.  Amler,  for  example,  instead  of  being 
a  species,  is  a  mixture  of  four  or  more  species,  as  Berzelius  long  since  pointed  out,  and  only  two 
of  the  number  have  thus  far  been  investigated.  The  presence  of  succinic  acid,  one  of  these  two, 
is  spoken  of  as  an  essential  constituent  and  distinguishing  feature  of  amber:  and  this  it  is  ;  but 
only  in  the  way  that  feldspar  is  a  constituent  of  granite.  Petroleum,  Asphaltum,  and  the  various 
kinds  of  mineral  resins  and  wax  are  similar  mixtures,  in  the  hght  of  chemistry,  as  has  been 
shown  by  many  investigators.  But  still  the  true  line  of  investigation  is  so  little  appreciated  that 
new  resins  or  asphalts  are  from  time  to  time  brought  forward  as  species  in  mineralogy  upou 
characters  that  only  prove  them  to  be  mixtures.  And  chemistry,  while  working  toward  a  better 
state  of  this  department  of  mineralogy,  often  faUs  in  its  researches  to  distinguish  educts  (native 
ingredients)  from  products. 

The  facts  in  the  case,  and  the  true  idea  of  the  science,  sustain  the  course  of  the  author  in  here 
removing  amber  from  mincralogical  species,  and  calling,  not  amber,  but  the  insoluble  resin  which 
constitutes  four-fifths  of  its  mass,  succinite;  and  in  endeavoring  to  apply  the  same  method 
throughout  the  hydrocarbon  section.  Much  more  investigation  is  demanded  before  satisfactory 
results  can  in  all  cases  be  attained.  But  by  pursuing  the  subject  in  the  way  here  recognized, 
the  section  will  ultimately  become  an  exhibition  of  the  actual  species  of  hydrocarbons  in  nature, 
and  thus  be  elevated  to  the  same  level  with  other  parts  of  the  science. 
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I.  SIMPLE  HYDEOCAEBOXS. 
XAPHTHA  AND  BETA-XAPHTHA  GEOUPS. 

St>'.  of  Xaphtha  a^T)  Peteoleum.     yi  9.  Sfraho.  xvi.  L     15,  Bioscor.,  i.  101.  XapLtha, 

Bitumen  liquidum  candidum.  PI  in.,  ii.  109,  xxxt.  51.    Xaphtha  flos  bituminis  Agric.  OrL  Caua, 

Subfc.,  45,  1544.  Liquidum  bitiunen,  nunc  vocatur  Petroleum,  Agric.  Xat.  Foss.,  222,  1546. 
ErdoL  Bergjl,  StelndL  Germ.    Mineral  OiL    Kerosene.    Bitume  liquide  Fr. 

The  liquids  or  oils  of  the  Xaphtha  and  Beta-naphtha  groups  occur  as 
constituents  of  the  lighter  kinds  of  petroleum.  The  other  native  constitu- 
ents, »and  the  most  abundant,  are  the  oils  of  the  Ethylene  series  and  the 
parathns ;  and  the  proportion  of  ethylenes  increases  with  the  increase  of 
density  or  viscidity.    (See  Pxttolitm  GpwOUPj  and  PaPcAffen'.) 

The  general  formula  is  -Gq  H2n-i-2,  or  that  of  the  Marsh-gas  series.  The 
specific  gravities,  boiling  points,  and  vapor  densities  increase  with  the 
increase  in  the  atomic  number,  or  the  value  of  n  in  the  above  formula,  as 
shown  in  the  following  table,  which  contains  also  the  percentage  composi- 
tion : 

Naphtha  Geoup. 
C  H  Boiling  T.     G.   Yapor  Density  found. 


761.  Tetbtlic  Htdrk)  e.Hio  =  82-80  17-20  O'O?  0-600  2*110 

762.  PE^-TTLIC  Hydrid  e5Hi2  =  83-33  16-67  30-2  0-640  2-538 

763.  Hextlic  Htdeid  e6Hi4  =  S3-72  16-28  61-3  0-676  8-053 

764.  Hepttlic  Htdrid  eTHi6=S4-0  16  0  90-4  0-718  3-547 
7 6.L  OCTYLIC  Htdeid  esHi6  =  84-21  15-79  119-5  0-737  3-992 
V 66.  :is"OirnJC  Htdeid  e9H2o=S4-38  15-62  150-8  0-756  4-460 


Beta-Xaphtha  Geoup. 


Boiling  T.        G.  Tapor  Density. 

767.  e^Hio  8-9=  0-611 

768.  esHia  37-0  0-645  2-514 

769.  esHi^  63-5  0-6S9  3-038 

770.  erHie  9S-1  0-730  3-551 

771.  e.His         127-6  0-752  3-990 

The  names  Amylic  Hydrid,  Caproy'ir.  (Enanihylic,  Caprylic.  Pelargonylic,  are  often  used  for 
the  above  7o2  to  766.  Tliose  in  the  table  are  derived  from  the  Greek  for  4,  5.  6,  7,  8,  9,  and 
•were  proposed  by  Gerhardt. 

The  consiiturion  of  petroleum  has  been  investigated  by  various  chemists,  among  whom  the 
most  prominent  are  Pelouze  and  Cahours  (C.  R..  hv.  124.  M.  505.  Ivii.  62 1,  and  C.  31.  Warren 
(Mem.  Am.  Ac.  Boston,  11.  vs..  x..  Am.  J.  Sci..  II.  si.  -s\r.  xlvi.).  Pelouze  and  Cahours  continue 
the  naphtha  series  to  t^ioHs-;.  and  state  evidence  of  the  existence  of  still  higher  members.  But 
Warren  arrived  at  the  conclusion  that  the  naphtha  or  marsh-gas  series  terminates  with  Hoo, 
and  that  the  oils  of  higher  density  and  atomic  numbers  belong  to  the  ethylene  series  (-GnHin).  More- 
over. Warren  brought  out  the  fact  that  there  was  a  second  naphtha  group,  ditfering  from  the  other  in 
its  higher  boiling  points — the  Beia-riaphtha  group  above.  This  chemist  also  determined  with 
great  exactness  the  boiling  points  of  the  two  group.s,  and  found  that  in  both  there  was  the 
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common  difiference  of  about  30°C.  for  successive  terms  in  the  series  (or  for  a  difference  of 
i-IIj);  but  that  the  boiling  points  in  the  second  series  were  about  8'  higher  correlatively  than 
those  of  the  1  st  series,  as  the  tables  bhow. 

The  specific  gravities  and  vapor  densities  for  761  are  from  Ronalds.  Those  of  the  others, 
161  tD  772.  are  from  Warren,  excepting  the  vapor  densities  of  762,  763.  The  vapor  density  of 
767  has  not  yet  been  determined.    "Warren's  specific  gravities  were  taken  at  o''  C. 

Eonalds  has  observed  that  the  gaseous  compounds  of  the  marsh-gas  series  -62  Hg  and  -63  Hs 
(•Jd  and  3d  terms  in  the  marsh-gas  series)  also  exist  in  connection  with  petroleum.  Marsh-gas 
itself,  the  fir-^t  term  in  the  series  -6  £[4,  is  a  very  common  gas  of  coal  beds  and  bituminous  depos- 
its, as  well  as  of  modern  marshes. 

Petroleum  passes  by  insensible  gradations  into  pittasphalt  or  maltha  (viscid  bitumen) ;  and  the 
latter  as  insensibly  into  asphalt  or  solid  bitumen. 

Petroleum  occurs  in  rocks  or  deposits  of  nearly  all  geological  ages,  from  the  Lower  Silurian  to 
the  present  epoch.  It  is  associated  most  abundantly  with  argillaceous  shales  and  sandstones,  but  is 
found  also  permeating  limestone  =i,  giving  them  a  bituminous  odor,  and  rendering  them  sometimes 
a  considerable  source  of  oil.  From  these  oleiferous  shales  and  hmestones  the  oil  often  exudes, 
and  appears  tioating  on  the  streams  or  lakes  of  the  region,  or  rises  in  oil  springs,  it  also  exists 
collected  in  subterranean  cavities  in  certain  rocks,  whence  it  issues  in  jets  or  fountains  whenever 
an  outlet  is  made  by  boring  These  cavities  are  situated  mostly  along  the  course  of  gentle 
auticlinals  in  +he  rocks  of  the  region ;  and  it  is  therefore  probable,  as  has  been  suggested,  that 
they  origin.-ited  for  the  most  part  in  the  displacements  of  the  strata  caused  by  the  slight  uplift. 
The  oil  which  tills  the  cavities  has  ordinarily  been  derived  from  the  subjacent  rocks;  for  the 
strata,  in  which  the  cavities  exist,  are  iVequ-ntly  barren  sandstones.  The  conditions  required  for 
the  jn-oductioQ  of  such  subterranean  accumulations  would  be  therefore  (as  others  have  explained) 
a  bituminous  oil-bearing,  or  else  o  1-producing.  stratum  at  a  greater  or  less  depth  below;  cavities 
to  receive  the  oil ;  an  overlying  stratum  of  close-grained  shale  or  limestone,  not  allowing  of  the 
easy  escape  of  the  naphtha  vapors. 

If  the  oil  exists  ready  formed  in  the  rocks,  only  a  slight  heat  above  that  common  to  the  rocks 
would  be  needed  to  expel  the  oil  slowly  from  below.  And.  without  heat,  as  Hunt  states,  the  oil 
might  be  expelled  through  the  pressure  of  cup*  riucumbent  waters  from  the  oil-bearing  shales  or 
ciays.  and  would  rise  and  occupy  the  cavities  because  so  hght  as  to  float  on  the  waters. 

But  if  the  oil-producing  bed  contained  nat  the  oil  ready  made,  but  only  hydrocarbonaceous 
matters  that  may  aSbrd  it  on  destructive  distillation,  the  oil  would  have  required  considerable 
heat  for  its  production. 

In  the  Caspian  and  Rangoon  naphtha  regions  the  oleiferous  clayey  deposits  are  nearly  or  quite 
superfidai.  and  the  oU.  a  viscid  kind,  exudes  readily  into  pits  made  for  collecting  it. 

Ju  the  United  States  liquid  oil  occurs  in  the  Lovjtr  Silurian,  in  the  ••Bird's-eye'"  Hmestone  of 
Riviere  la  Rose  (Montmorenci),  Canada,  and  of  Watertown.  X.  Y..  in  drops  m  fossil  coral;  and 
in  the  Trenton  limestone  at  Pakenham.  Canada,  the  cavities  of  large  Orthocerata  sometimes  hold 
several  ounces  (T.  S.  Hunt,  Am.  J.  Sci.,  II.  xxxv.  166,  1S6H);  on  Grand  Manitoulin  Id,  where  a 
spring  arTording  it  arisee;  from  the  Utica  shale, ^the  source  pcssibly  the  subjacent  limestones;  at 
Guilderland,  near  Albany,  from  the  Hudson  River  group,  as  observed  in  a  spring  by  Beck ;  quite 
freely  in  limestone  and  shale  near  Chicago;  far  more  so  in  Kentucky,  in  the  Cumberland  oil 
region,  the  wells,  "from  which  tens  of  thousands  of  barrels  of  oil  have  flowed"'  (Xewberry), 
descend  200  ft.  into  the  Blue  Limestone,  in  which  there  are  bituminous  shaly  strata  overlaid  by 
sheets  of  thin-bedded  compact  limestone  ;  these  features  prevail  from  Lincoln  and  Casey  Cos., 
through  Adair  and  Russell,  Cumberland  and  Clinton  Cos.,  Ky.,  and  Overton  and  Jackson  Cos..  Tenn. 

In  the  Upptr  Silurian  traces  have  been  observed  in  the  Niagara  limestone  and  the  Medina  red 
shales ;  at  Gaspe,  Canada,  in  a  Lower  Helderberg  limestone,  on  Silver  Brook,  etc  ;  near  Chicago, 
so  abundant  in  a  limestone  as  to  ooze  out,  and  the  rock  may  be  made  to  burn,  owing  to  its 
presence. 

In  the  Loicer  Devonian^  the  Corniferous  limestone  is  regarded  by  Hunt  as  the  source  of  the  oO 
of  Enniskillen,  Canada,  where  there  are  large  areas  covered  by  the  half-inspissated  bitumen. 
Hunt  states  (1.  c.)  that  at  Rainham.  Canada,  on  L.  Erie,  shells  Pentamerus  aratus  are  sometimes 
filled  with  petroleum;  and  that  in  other  places  in  the  region  imbedded  corals,  Heliophyllurri  and 
Favosites.  have,  in  certain  of  the  layers,  their  cells  fuU  of  oil  (while  in  other  layers  it  is  absent 
from  the  corals),  and  in  quarrying,  the  oil  flows  out  and  collects  on  the  water  of  the  quarry ;  and 
at  Gaspe,  Lower  Devonian  sandstones  afford  oil  springs  and  give  rise  to  beds  of  thickenea  petiv- 
leura.  and  the  chalcedonic  geodes  of  a  trap  dyke,  intersecting  the  sandstone,  sometimes  contain 
petroleum.  In  the  Middle  Devonian,  the  Black  shale,  or  Genesee  slate,  is  supposed  by  many 
geologists  to  be  the  principal  source  of  the  oil  of  Pennsylvania,  the  Kenawha  valley,  and  other 
parts  of  eastern  Virginia,  and  of  Ohio  and  Michigan ;  but  J.  P.  Lesley  attributes  much  of  the  oil 
of  western  Pennsylvania  to  the  Subcarboniferoiis.  Xear  Fredonia,  Chatauque  Co.,  and  at  Roek- 
ville,  Alleghany  Co.,  oil  is  found  in  connection  with  Chemung  rocks,  or  the  Upper  Devonian  (Hall). 

A  Uttle  oil  has  been  observed  in  connection  with  Triassic  shales  at  Southbury,  Conn.    Tlie  oil 
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of  southern  California  proceeds  from  Tertiary  '  shales.  On  Trinidad  a  thick  oil,  with  asphalt, 
occurs  in  connection  \vith  lignite  and  other  vegetable  remains  in  the  shales  constituting  the  upper 
part  of  the  Tertiary ;  and  specimens  of  the  vegetable  material,  partly  changed  to  oil  and  pene- 
trated by  it.  and  having  its  cells  looking  as  if  they  had  been  corroded,  as  a  result  of  the  change, 
are  described  by  Wall  (Q.  J.  G-.  Soc ,  xvi.  ^Gd). 

Noted  foreign  localities  are  3  m.  from  Ye-nan-gyoung  (Fetid-vjattr-rku!d).  Burniah  (and exported 
from  Rangoon),  where  there  are  about  100  wells,  from  ISO  to  feet  deep,  each  lined  with  hori- 
zontal timber,  but  not  all  now  worked  (Oldham);  the  peninsula  of  Apcheron  on  the  wc^f^teru 
shore  of  the  Caspian,  at  Bakee,  where  naphlha  exudes  from  argillaceous  and  calcareous  beds, 
especially  the  former,  of  the  Middle  Tertiary  (Abirh  ,  and  where  it  has  long  Iilcm  usud  for  burn- 
ing in  lamps  and  for  cooking;  near  the  centre  of  the  region  the  light  and  piire  miphtiia  oil  ia 
obtained,  while  along  its  borders  the  oil  is  a  tliieker  petroleum,  or  passes  iuto  an  ;i:~i)]ialt,  and 
solid  masses  of  this  asphalt  are  often  seen  lloating  in  the  Caspian;  on  tlie  i.-kaid  of  T.-: !i -leken, 
near  the  eastern  coast  of  the  Caspian,  in  Balkan  Bay:  on  the  banks  of  the  Kuli;iii,  juomontory 
of  Taman,  east  side  of  isthmus  between  the  .Azof  and  Blacl:  £ea ;  near  the  river  Betehui-d.  iu  the 
government  of  Archangel,  Russia;  near  the  village  of  Amiano.  in  Parma.  Italy,  wueuee  eiK.ugii 
was  formerly  obtained  to  light  the  streets  of  Genoa;  at  Zante,  one  of  the  Ionian  islands  (aut  ient 
Zacynthus),  which  has  furnished  oil  for  more  than  2,000  years,'  its  petroleum  spring  lla^':ng  heen 
mentioned  by  Herodotus.  Pliny  mentions  the  oil  of  a  spring  at  Agrigentum.  Sieily,  and  states 
that  it  was  collected  and  used  for  burning  in  lamps,  as  a  substitute  for  oiL  He  distinguishes  this 
oQ  from  naphtha,  which  he  says  was  too  light  and  inflammable  for  such  a  use.  Of  naphtha, 
he  mentions  a  locality  in  "Parthia"  (about  the  sources  of  the  Indus).  Oil  is  found  also  near  the 
citv  of  ^I^'xioo,  and  on  the  river  Lagun. 

The  oil  spring  of  Cuba,  Alleghany  Co.,  N.  Y.,  called  the  Seneca  Oil  Spring,  long  known,  was 
described  by  Prof.  SiUiman  in  18;^o  (Am.  J.  Sci.,  xxiii.  97)  as  a  dirty  pool,  about  18  ft.  across, 
covered  with  a  film  of  oil,  which  was  skimmed  off  from  time  to  time  for  medicinal  purposes.  The 
so-called  "Seneca  oil,"'  sold  at  the  time  in  the  shops  (and  from  which  he  often  distihed  naphtha 
for  preserving  potassium ),  he  observes  was  not  from  this  spring  (around  which  the  Seneca  Indians 
then  had  a  reserve  of  a  scptare  mile),  but,  as  he  was  told,  from  Oil  Creek,  A'enango  Co.,  Pa.,  abottt 
100  m.  from  Pittsburg.  Sencra  Lake  has  oil  on  its  surface  in  some  parts,  and  it  is  said  to  have 
given  the  name  to  the  oil ;  but  whether  this  is  the  true  source,  or  whether  it  came  from  its  being 
t;ollected  and  sold  by  the  Seneca  Indians,  is  not  clear.  Ilildretli  in  18o3  (lb ,  xxiv.  O:;  .,  and  later 
in  1836  (ib.,  xxix.  86,  121,  12'.'),  gave  an  account  of  the  salt  Vv^eUs  of  the  Little  Kenawha  valley, 
which  then  afforded,  he  says,  50  to  100  gallons  a  year.    He  also  speaks,  in  of  a  well  475 

ft.  deep.  oO  m.  N.  of  Marietta,  Ohio,  which,  when  first  opened,  discharged  at  intervals  of  2  to  i 
days,  for  3  to  6  hours  each  time,  throwing  out  So  to  60  gallons  of  oil  at  each  '•eruption,"  but  was 
then  yielding  only  a  barrel  a  week.  In  1840  a  spouting  well  of  oil,  at  Burksville.  Kentuek}-.  was 
described  (lb.,  xxxix.  195);  the  well  was  bored  for  salt,  and  200  ft.  down  a  '■  fountain  of  pure  oil 
was  struck,  which  was  thrown  up  more  than  Vi  ft.  above  the  surface  of  the  earth."  emitting, 
according  to  the  estimate,  75  gallons  a  minute;  it  "continued  to  flow  for  several  days  suee;s- 
sively,''  but  then  failed;  and  efforts  to  bring  it  into  action  again,  or  find  another,  were  not  snc- 
cessfuL  The  petroleum  of  Enniskillen,  Canada,  was  mentioned  in  1 844  by  Mr.  Murray,  in  the 
Canada  G-eological  Report  for  1846 ;  and  iu  1857  wells  were  sunk  for  the  collection  of  it.  In  1^59. 
on  Oil  Creek,  Venango  Co.,  Pa.  a  boring  for  salt,  but  75  feet  deep,  let  out  the  first  fountain  of  oil 
of  that  now  famous  oil- region.    For  many  weeks  it  discharged  1,000  gallons  per  day. 

The  origin  of  petroleum,  including  the  lighter  as  well  as  heavier  kinds,  has  been  attributed 
by  some  to  the  decomposition  of  vegetable  substances  alone  (Bischof,  etc.) ;  but  it  is  now  gene- 
rally admitted  that  it  has  come  from  animal  as  well  as  vegetable,  as  urged  by  Pufrenoy  (Min.,  iv. 
602,  lb59),  J.  S.  Xewberry  (Ohio  Agric.  Rep..  1859),  and  T.  S.  Hunt  i,Can.  Xat.,  vi."'24],  I8(.i, 
Am.  J.  Sci..  II  XXXV..  Ch.  News,  18G3). 

The  conditions  favorable  to  the  formation  of  naphtha,  as  shown  by  the  characteristics  of  the 
deposits  in  which  it  is  found  native,  are  the  following:  (1)  tiie  ditlusion  of  organic  material 
through  a  fine  mud  or  clay;  (2)  the  material  in  a  ver}'  finely  divided  state;  and; 3  .  as  a  conse- 
quence of  the  preceding,  the  atmosphere  excluded  as  far  as  possible  from  the  material  undergoing 
decomposition.  There  is  reason  to  beheve  that  no  more  heat  was  required  than  what  was  aflbrded 
by  the  natural  climate  or  temperature  of  the  region  and  the  process  of  fermentation. 

Shales,  the  most  common  oil-bearing  rocks,  were  originally  the  fine  mud  of  deep  or  shahov/ 
seas;  and  the  limestones  were  the  same,  only  the  mud  was  calcareous  in  nature,  like  the  coral 
mud  of  many  a  coral  lagoon,  as  the  author  has  elsewhere  described  after  personal  examination. 
These  shales  ordinarily  contain  few  fossils  of  any  kind,  and  very  rarely  distinct  vegetabie  remains. 
It  may  be  questioned  whether  tough  fucoids  (sea-weeds),  or  the  branches  and  leaves  of  ordinary 
plants  imbedded  in  such  clays,  would  ever  become  so  subdivided  or  disorganized  as  to  make  the 
reqtiisite  emulsion  with  the  mud  free  from  any  vegetable  forms ;  and  it  is  more  probable  that  the 
vegetable  material  present  was  either  delicate  water-plants,  or  was  derived  from  abundant 
infusorial  or  microscopic  vegetable  life.    The  limestones,  on  the  contrary,  are  sometimes  full  of 
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fossils,  but  these  are  animal ;  aud,  as  the  solid  parts  which  make  the  fossils  are  to  a  large  extent 
ground  up  to  make  the  mud  that  becomes  the  limestone,  the  organic  material  these  hard  parts 
coutain,  as  well  as  that  of  the  fleshy  parts  and  oils,  would  be  difl'used  through  the  mud  or  earth  in 
tlie  very  condition  demanded. 

The  light  native  oils  do  not  occur  in  coal  beds,  which  were  made  from  thick  beds  of  vegetable 
debris. 

In  the  above-mentioned  circumstances,  Avith  the  deposits  under  pressure  from  superincumbent 
l.teds.  the  atmospheric  air  almost  totally  excluded,  the  organic  material  might  undergo  decompo- 
sition through  the  reactions  of  its  own  elements  alone.  (See  on  this  subject,  and  the  reactions 
mentioned  below,  Bischof  Cliem.  G-..  ii.  l85o,  T.  iS.  Hunt,  Can,  Nat.  and  Ch.  News,  1.  c.)  The 
average  composition  of  dry  wood  (the  ash  and  nitrogen  excluded)  is  represented  by  <5a  Hg  04  = 
Carbon  49-ti6,  hydrogen  6-21.  oxygen  44-13=:  luo.  Taking  two  parts,  we  have  -(fiQHiROfi.  If 
now  the  oxygen  combines  with  carbon  to  form  carbonic  acid,  4  60q  will  thus  be  removed,  leaving 
■(r^  Hi^,  which  is  the  composition  of  one  of  the  species  of  the  naphtha  group,  the  hfth,  on  p.  720. 
But  t'fHif,  or  -tr32H7-.,  its  multiple  by  4,  corresponds  also  to  3  (trc  Hn)+-68  Hj^  +  i  (-fc^is  H24), 
the  first  two  members  light  naphtha  oils,  and  the  last  an  ethylene,  a  composition  much  like  that 
of  Pennsylvania  petroleum.  The  decompositiou  might  not  be  as  simple  as  here  taken,  as  i  to  1 
p  c.  of  nitrogen  is  also  present,  and  there  would  also  be  some  animal  material.  But  the  illustra- 
tion is  still  satisfactory.  That  no  water  (Ho  O)  would  be  formed  from  the  elements  of  the  organic 
material  is  apparently  indicated  by  the  fact  that  this  would  make  an  excess  of  carbon  or  a  defi- 
ciency of  hydrogen.  From  Chevandier's  numerous  analyses  (Ann.  Ch.  Phys.,  III.  x.  129),  the 
average  composition  of  dry  wood  is  carbon  51 -21,  hydrogen  6*24,  oxygen  41-45,  nitrogen  riO, 
corresponding,  if  the  nitrogen  is  not  counted,  to  -912  H17.5O7.5;  from  which  the  resulting  oils 
might  be  nearly  the  same  as  above. 

\\'ere  there  less  confinement  by  superincumbent  beds  or  earthy  material,  part  of  the  hydrogen 
might  be  lost  by  combining  with  the  carbon  and  escape  as  marsh  gas  (tjHi),  and  thus  determine 
the  formation  of  the  thicker  oils;  or  else  of  the  sohd  insoluble  hydrocarbons,  more  or  less  oxyge- 
nated, which  make  many  shales  a  rich  source  of  oil  on  distiUation. 

With  the  air  not  well  excluded,  as  in  the  case  of  all  thick  beds  of  vegetable  debris,  such  as 
liave  formed  peat  and  the  various  kinds  of  coal,  the  decompositions  would  be  more  complex  :  out- 
side oxygen  carrying  ofi'.  it  may  be,  part  of  the  hydrogen  (as  water),  and  of  the  carbon  (as  carbonic 
acid).  Thus  -trij  Hj^  (composition  of  wood)  may  change  to  ir^o  H14.5  O5.  the  average  compo- 
sition o^ptat;  or  to  -612  Hi-,  03.5=Carbon  67'92,  hydrogen  5-66,  oxygen  26-42  =  100,  a  medium 
brown  coal  (or  lig-nite);  or  -612  H9.75  Oo.67  =  Carbon  85-&8,  hydrogen  5*82,  oxygen  8-30=100, 
AVigan  cannel  coal,  etc. 

Marsh-gas  (trHi)  is  a  common  gas  of  marshy  places  aud  of  Artesian  wells,  and  so  also,  though 
less  abundantly,  carbonic  aoid  (Bischof).  The  distillation  of  wood  will  afibrd  the  solid  hydrocar- 
bons of  the  paraifin  group ;  Reichenbach,  in  his  discovery  of  paraffin,  obtaining  it  from  the  wood 
of  the  Fagus  sylvatica.  Dr.  J.  S.  Newberry  states  (priv.  contrib.)  that  off  the  shores  of  Lake 
Superior,  at  Marquette,  he  observed  bubbles  of  gas  coming  from  the  bottom  to  the  surface,  which 
proved  to  be  carburetted  hydi-ogen;  aud  also,  now  and  then,  drops  of  oil  slowly  rising,  and  finally 
spreading  over  the  surface,  which  oil  proved  on  examination  to  be  a  kind  of  petroleum.  Although 
the  vegetable  origin  of  the  oil  was  not  certain,  it  seemed  to  be  altogether  probable.  On  the  island 
of  Trinidad  the  oil-producing  beds  are  clayey  beds  in  the  Tertiary,  containing  remains  of  plants, 
and  "Wall  states  (Q.  J.  G.  !?oc.,  xvi.  4tiO)  that  there  is  full  evidence  that  the  liquid  and  soUd  bitu- 
men was  produced  at  the  ordinary  temperature  and  condition  of  climate  in  the  occurrence  of 
numerous  specimens  of  the  vegetable  matter  in  process  of  transformation,  which  have,  as  a  con- 
sequence, the  organic  structure  more  or  less  obhterated. 

In  the  chauge  of  animal  matters  to  oil,  there  is  more  nitrogen  present  to  give  complexity  to  the 
mutual  reactions.  But  when  the  material  is  animal  oils,  there  are  only  carbou,  hydrogen,  and 
oxygen,  as  in  the  case  of  vegetation.  In  such  oils  there  are  nearly  the  proportions  <:7ieH34  Oa- 
In  the  case  of  such  a  compound  (oleic  acid),  the  forming  of  carbonic  acid  from  the  oxygen  would 
separate  0  O2,  and  leave  i^n  H34,  of  the  ethylene  ratio;  in  that  of  tji,  Hn4  0-2  (margaric  acid) 
the  same  would  leave  t^je  H34,  or  a  combination  of  marsh-gas  oils.  Warren  and  Storer  have 
obtaiued  (Mem.  Am.  Ac.  Boston,  ix.  17  7,  Am.  J.  Sci,,  II.  xlii.  250;  from  the  destructive  distillation 
of  a  fish-oil,  after  its  saponification  by  lime,  aU  the  compounds  above  enumerated  of  the  Naphtha 
group,  besides  others  of  the  ethylene  and  benzole  series. 

Dr.  Newberry  has  observed  that  cannel  coal  sometimes  shows  by  its  animal  fossils  that  part 
of  its  oil}"  products  may  be  of  animal  origin  (Am.  J.  Sci.,  11.  xxiii.  21'.^,  1857),  mstancing  a  case 
ill  Ohio  in  which  the  coal  contained  fossil  fishes.  He  also  remarks  on  the  disagreeable  smell  of 
some  limestone  oil,  and  attributes  it  to  its  animal  origin.  Dufrenoy,  in  his  Mineralogy  (iv.  602, 
165'.t).  gives  prominence  to  the  fact  that  remains  of  fishes  are  common  in  oil-producuig  shales 
and  to  the  view  that  they  are  the  source  of  the  oil,  mentioning  as  examples  the  black  shales  in 
the  Coal  formation  at  Saarbruck  in  Prussia,  and  Ygornay  near  Autun  in  France ;  the  Permian 
(Zechstein;  at  Mancfeld;  grayish  limestone,  in  the  Lias,  at  Doubs;  and  grayish  shale,  in  the 
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Middle  Tertiary,  at  Mcnat,  m.  from  Clermont,  France ;  all  of  which  abound  in  the  remains  of 
fishes.  The  shales  adjoining  the  Albertite  of  Nova  Scotia  have  been  mentioned  as  another  exam- 
ple of  this  kind.  The  black  seinibituininous  or  coaly  shales  of  the  Triassic  of  the  Cormecticut 
valley  contain  numerous  fossil  fishes,  and  these  are  the  only  fossils. 

Lesquercux  derives  petroleum  (Trans.  Am.  Phil.  !50C.  Philad.,  xiii.  313)  mainly  from  the  decom- 
position of  fucoids  and  other  marine  plants,  arguing  for  it  on  the  ground  of  its  occurrence  so 
largely  in  rocks  of  marine  origin.  S.  F.  Peckham,  in  a  recent  conmiunieation  to  the  author, 
sustains  the  idea  that  the  light  naphtha  oils  are  solely  of  animal  origin. 

It  is  to  be  noted  that  wherever  marsh  or  vv^ater  plants  have  grown  in  past  time  there  must 
have  been  also  a  profusion  of  minute  animal  life  to  afford  nitrogen  and  sulphur  to  the  accumula- 
ting debris ;  and,  conversely,  vegetable  hfe  of  microscopic,  if  not  also  of  larger  kinds,  is  present 
wherever  there  is  animal  life. 

The  word  naphtha  is  from  the  Persian  nafata,  signifying  to  exude;  and  petroleum  from  TrtVpoj. 
rock,  and  oleum^  oil  (the  latter  from  the  Greek  t Aatu*/,  oil),  dating  only  from  the  middle  ages  (see 
Syn.). 

Ait. — Petroleum  undergoes  alteration  of  condition  in  two  ways : 

1.  The  evapuration  of  its  lighter  oils.  When  expoped  to  the  air  the  petroleum  is  free  from  pres- 
sure, except  the  ordinary  atmospheric,  and  open  to  the  heat -and  winds  of  the  region.  As  a  con- 
sequence the  lighter  naphtha  oils  pass  ofl',  leaving  only  the  heavier,  and  the  substance  becomes 
gradually  viscid,  or  even  a  solid  consisting  largely  of  solid  hydrocarbons;  and  the  so-called 
aspha  'ts,  which  may  thus  result,  will  be  ordinary  bitumens  of  one  kind  or  another,  or  largely 
paraffin,  according  as  paraffin  is  present  or  not  in  the  native  oil. 

In  most  oil  regions,  when  the  oil  occurs  at  the  surface  open  to  the  air,  more  or  less  of  solid 
bitumen  is  to  be  found.  Hunt  speaks  of  the  large  "  gum-beds  '*  of  half-dried  bitumen  in  the  oil 
region  of  EnniskiUen ;  and  AVinchell  says  that  in  the  neighboring  but  less  productive  district  in 
Michigan,  masses  of  inspissated  oil  are  common,  and  some  are  as  hard  as  asphalt.  At  the  naphtha 
island  of  Tschelekan  there  are  large  quantities  of  Xefi-gil  as  it  is  there  called,  which  is  nearly 
pure  paraffin.    The  hot  cUmate  of  the  Caspian  is  favorable  for  such  a  result. 

2.  TJie  oxydat  ioii  of  some  or  all  of  the  ingredients  constituting  the  petroleum.  In  the  process  of  oxyda- 
tion  there  is  first  a  loss  of  some  of  the  Viydrogen  by  its  union  with  oxygen  to  form  water,  which 
escapes.  Thus  the  oils  of  the  Marsh-gas  series  (t',,  Hjn -i-  .2)  may  pass  to  the  less  stable  etiiylenes 
(t^nH.2n);  or,  by  further  loss  of  hydrogen,  to  species  of  the  Benzole  series  (OnH.^n-e),  or  of  the 
Naphthalin  series  (-Gn  H2n-i2)-  The  last  two  appear  to  occur  sparingly  in  nature.  Secondly,  there 
is  oxygenation ;  that  is  an  absorption  of,  and  union  with,  oxygen.  These  oxygenated  substances 
have  been  yet  but  little  investigated  (see  Asphaltum;.  They  are  probably  all  solid  at  the  ordi- 
nary temperature. 

Hard  bitumen  or  asphalt  may  hence  consist  either  (1)  of  Qnoxygenated,  or  (2)  partly  of  unoxy- 
genated  and  partly  oxygenated,  the  usual  fact ;  or  (3)  solely  of  oxygenated  hydrocarbons  (very 
rarely,  if  ever,  true  in  nature).  The  state  of  solidity  is  not  proof  that  any  part  of  the  bitumen  is 
oxygenated. 

SCHEERERITE  GROUP. 

Wax-like,  or  butter-like.  General  formula  that  of  the  Marsh-gas  series, 
or  On  H2n  +  2.  The  two  species  here  included  are,  according  to  the  analyses 
(which  need  verihcation),  poljmeres  of  the  first  two  sjjecies  of  the  Marsh- 
gas  series,  O  H^,  and  Hg. 

The  Parajjins  belong  here  if  members  of  the  Marsh-gas  series.  See  p. 
730. 

772.  SCHEERERITE.  Scheererit  Stromeyer,  Kastn.  Arch.,  x.  113,  1827;  Naphthaline 
resineuse  prismatique  Kdnlein,  Bibl.  Univ.,  xxxvi.  316,  1827 ;  Macaire-Prinsep,  Bibl.  Univ.,  xL 
68,  1829,  Ann.  Phys.  Oh.,  xv.  294. 

Monoclinic.  Crystals  mostly  thin  tabular,  rhomboidal  or  six-sided,  often 
flattened  parallel  to  with  also  the  planes  -1,  1-i  ;  edge  1/ low  -1/-1 
r=123i°,  edge  -1 /-I  on  1-^'==  135°,  edge  ///on  Kenngott. 
Also  acicular.    Also  in  loosely  aggregated  crystalline  grains  and  folia. 

Soft.  G.  =  1—1-2.  Lustre  pearly  or  resinous  ;  feebly  shining.  Color 
whitish,  graj^,  yellow,  green,  pale  reddish.     More  or  less  translucent  to 
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transparent.  Easily  frangible.  Tasteless.  Inodorous.  Feel  not  greasy. 
Soluble  easily  in  alcohol,  and  also  in  ether.  Melts  at  44°  C,  and  then 
resembles  a  fatty  oil,  and  like  it  penetrates  paper  ;  these  spots,  however,  may 
be  removed  by  heat.  On  cooling,  the  mineral  crystallizes  in  acicnlar  crys- 
tals. May  be  distilled  without  decomposition  ;  boiling  point  near  100°  C. 
(92°,  Prinsep). 

Oomp.,  etc. — According  to  an  imperfect  analysis  by  Prinsep  (Pogg,,  xv.  294),  consists  of  Carbon 
73,  hydrogen  24=97,  which  corresponds  nearly  to  the  ratio  for  -B,  H=l  :  4,  or  the  composition 
of  marsh-gas = Carbon  75,  hydrogen  2o  =  10U  ;  whence,  if  the  results  may  be  trusted,  it  is  a 
polymero  of  marsh-gas. 

Soluble  in  sulphuric  or  nitric  acid,  and  not  in  alkalies.  Takes  fire  easily  and  burns  without 
residue,  giving  out  much  smoke  and  a  feeble  aromatic  odor. 

Found  by  Capt.  Sclieerer,  in  the  year  1822,  in  the  coal  of  a  bed  of  brown  coal  in  the  Tertiary, 
at  Uznach,  near  'St.  GaUen,  in  Switzerland.  The  bed  of  coal  is  two  to  three  feet  thick,  and  the 
pine  stems  in  it  are  almost  unchanged.  Among  the  species  of  pine  there  is  the  P.  sylvesiris ;  and 
the  birches  and  firs  are  those  of  modern  species.  The  age  is  the  same  with  that  of  the  peat 
beds  of  Eedwitz.  Besides  scheererite  it  affords  also  fichtelite  and  konlite.  On  cryst.,  Kenng., 
Ber.  Ak.  Wien,  xiv.  272,  and  Min.  der  Schweiz,  418,  Leipzig,  1866. 

773.  OHRISMATITE.  Chrisraatin  (fr.  Wattin)  Germar,  ZS.  G-.,  i.  40,  1849.  Ozokerit  (fr.  ib.) 
Breslau.  Karst.  u.  Dech.  Arch.,  xxiii.  749,  1850.  Hatchettin  (fr.  ib.)  Wagner,  Jahrb.  Min. 
1864,  687 ;  H.  Fleck,  Steinkohlen  Deutschl,  i.  37,  4to,  Munchen,  1865. 

Butter-like,  or  of  semifluid  consistence.  Soft  at  55°  to  60°  C.  G.  below 
1.  Lustre  greasy  to  silky.  Color  greenish  to  wax-yellow.  Slightly  trans- 
lucent. Tasteless.  Melts  at  a  very  low  temperature  to  an  oil,  which  is 
dark  red  by  transmitted  light,  and  apple-green  by  reflected. 

Comp. — H.  Fleck  obtained  (1.  c),  34  p.  c.  of  ash  being  removed : 

Carbon  78-512  Hydrogen  19-191  Oxygen  2-297  =  100. 

Excluding  the  oxygen  as  water,  as  done  by  Fleck,  it  leaves  C  80-51,  H  19-49=100,  correspond- 
ing to  O2  He  =  Carbon  80,  H  20  ;  making  it  thus  a  polymere  of  -02  He,  or  the  second  member  of 
the  Marsh-gas  series.  Fleck  adopts  the  formula  O13  Hag.  If  the  oxygen  is  an  essential  consti- 
tuent, either  view  of  the  constitution  is  wholly  at  faulb.    Burns  with  a  flame,  without  smeU. 

Ob.s. — Occurs  in  cavities  of  calcite  and  quartz  crystals  in  an  argillaceous  sandstone  of  the  Car- 
boniferous formation  at  Wettin,  Saxony. 

Named  from  xjara/^a,  oirdmeni. 


PITTOLIUM  GROUP. 

Syn.  of  Pittasphalt.  T\t-T,imf,ii'Xroi  JDioscor.,  i.  100.  Pissasphaltus  PHn.,  xxiv.  25,  xxxv.  51. 
Maltha  FUn.,  ii.  108.  Bcrgtheer  Germ.  Bitume  visqueux,  Bitume  giatiueux,  Poix  minerale, 
Mineral  graisse,  Fr.    Petroleum  pt.    Mineral  Tar. 

The  species  of  this  group  are  liquids  like  the  naphtha  oils,  but  are  of 
higher  specific  gravity  and  atomic  weight.  They  enter  into  the  constitu- 
tion of  all  free-flowing  petroleum,  but  are  especially  characteristic  of  the 
denser  kinds,  and  viscid  bitumens,  and  exist  largely  also  in  many  asphalts. 
Thev  belong  to  the  Ethvlene  series,  and  therefore  have  the  general  formula 
I'l,„=(alike  for  all)  Carbon  85-71,  hydrogen  14-29.    G.  =  0-T5-0-84. 

The  species  ascertained  to  be  native  by  C.  M.  Warren  (Mem.  Am,  Ac. 
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Boston,  ix.,  Am.  J.  Sci.,  11.  xL\  and  occurring  in  the  Pennsylvania  petro- 
leum, Rangoon  tar,  etc.,  and  the  boihng  temperatures,  as  ascertained  by 
Warren,  are  the  following  : 

Formula.  Boiling  T. 

774.  Decatylene  (RutjTene)  -G10H20  174-9'' 

775.  ExDECATYLENE  (Margarylene)  -GnHaa  195-8 

776.  DODECATTLE^s-E  (Laurylene)  ■B12H24  216-2 

777.  Decatritylexe  (Cociuvlene)  "OisHse  235 

The  average  increase  in  the  boiling  point  for  the  successive  members  in 
the  series  (or  the  addition  of  O  H^),  as  follows  from  Warren's  results,  is  2U^ 
•6,  or  only  two-thirds  of  the  average  in  the  Xaphtlia  group.  Other  higher 
native  species  of  the  above  series  have  not  yet  been  clearly  defined. 

These  compouuds  are  made  members  of  the  Marsh-gas  or  Xaphtha  series  byPelouze  and  Ca  hours, 
who  write  the  formulas  as  follows,  and  give  the  annexed  specific  gravities,  vapor  densities,  and 
boiling  points : 

Gr.  Yapor  Density.  Boiling  Temp. 

eioHss                    0-757  5-040  160°— 162° 

■GiiHs*                    0-766  5-458  180  —184 

ei2H26                    0-776  5  972       .  196  — -200 

ei3H28                    0-792  6-569  216  -218 

They  also  add  the  compounds  -Gii  Hso,  ■Gi5H32-  AVarren,  by  his  superior  methods,  proves' 
that  the  species  obtained  by  them  were  not  pure  (1.  c). 

Each  of  the  four  ethylene  compounds  above  mentioned  have  been  obtained  from  Rangoon  tar, 
besides  some  species  of  the  Xaphtha  gToup  (at  least  Hie  and  -trgHie),  traces  of  some  of  the 
Benzole  series,  and  also  naphthalin. 

The  name  jrittohwni  is  from  -irm,  pUch,  and  oleum,  oil,  analogous  to  petroleum;  and  pittasphalr 
turn,  from  the  Greek  fov  pitch  and  asphalt. 

The  word  maltha  is  from  the  Greek  /.uA'^'n,  soft,  wax;  it  -was  also  used  sometimes  for  a  mixture 
of  wax  and  pitch,  employed  for  making  the  surface  of  writhig-tablets,  and  for  some  kinds  of 
cements.  Bat  Phny  (ii.  108)  describes  under  this  name  an  inflammable  mud  flowing  from  a  pool 
.at  Samosata  in  Xorth  Syria  on  the  Euphrates,  which  he  says  (ii.  109i  was  similar  in  nature  to 
naphtha :  and  this  use  of  the  word  has  led  to  its  later  apphcation  to  viscid  bitumens. 

Petroleum  in  cavities  in  crystals.  Davy,  in  his  examinations  of  the  fluids  in  crystals  (Phil.  Trans.. 
1822,  ^67,  and  postscript),  found  only  water,  except  in  the  case  of  quartz  from  Dauphiny.  The 
liquid  in  this  case  was  about  as  viscid  as  linseed  oil;  brownish  in  color  ;  became  solid  and  opaque 
at  13"  C.  (36'  P.);  had  a  smell  resembling  naphtha  ;  acted  like  a  fixed  oil  when  heated,  the  tem- 
perature of  ebuUitlou  being  high  ;  and  burned  with  flame,  producing  a  white  smoke.  The  cavity 
was  i  in.  across,  but  only  a  sixth  of  it  was  occupied  by  the  fluid.  Davy  made  his  investigations 
of  the  fluids  in  crystals  by  having  the  crystals  bored  through  to  the  cavity  by  a  lapidary,  and  was 
the  first  to  use  this  method. 


Petrolent:  Boussingault  obtained  from  the  viscid  bitumen  and  asphalt  of  Beehelbronn  an  oil 
which  he  called  Petroiem,  and  announced  it  as  the  iiifud  ingredient  of  aU  asphalt,  the  so} id  one 
being  named  by  liim  AsphaUene  (see  A.sphaltumi.  It  was  separated  by  heating  in  an  oil  bath  to 
a  temperature  of  30')^  0.  Xooe  of  it  passed  over  at  a  temperature  below  lOo'  C.  He  obtained 
for  its  composition  (Ann.  Ch.  Phys.,  Ixi.  141,  IxxiiL  442) : 

Carbon  87-36  86-73  87-45  86-98         (|)  88-4. 

Hydrogen      ll-9i)  12-20  12-^0  12-70  12-5. 

He  writes  for  it  the  formula  Hir,  making  it  of  the  camphene  series,  Hon-^.  It  boiled  at 
280'  C.    The  vapor  density  is  stated  at  9  415,  or  '"double  that  of  oil  of  turpentine." 

There  can  be  no  doubt  that  the  petrolene  was  a  mixture  of  oils.  Warren  states  (priv.  conlrib.) 
that  from  Boussingault's  data,  as  given  in  his  article,  the  vapor  density  should  have  been  8*49 
instead  of  9  415;  and  also  that  his  own  researches  on  various  hydrocarbon  oils,  including  the 
products  from  the  destructive  distillation  of  albertite,  lead  him  to  believe  that  petrolene  probablj? 
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consists  mainly  of  oils  of  the  Ethylene  series ;  that  Oie  H32  would  have  for  its  boiling  point  295° 
and  vapor  density  7-745 ;  but  that  the  hquid  is  made  up  of  oils  of  both  less  and  greater  density. 

The  Bechelbronn  tar  and  that  similar  from  Lobsann  (both  in  the  Dept.  of  Eas-Rhin,  France)  arc 
called  also  Mineral  Graisse  and  Graisst  de  ISirashourg. 

V>  Ickel  has  subjected  a  viscid  bitumen  from  Travers,  rear  Neufchatel,  to  distillation  in  iron 
cylinders  (Ann.  Ch.  Pharm,,  Ixxxvii.  143,  1862),  and  obtained  the  following  as  his  successive 
results: 


C 

H 

Temp,  of  vaporization. 

G. 

1. 

87  5G 

12-34=  99-90 

90° —120'  C. 

0-784  at  15°  C. 

2, 

87-59 

12-:^U=  99  89 

120  —150 

0-790 

3! 

87-31 

12-5'.t=  99-99 

150  —180 

0-802 

4. 

87-:i4 

12-69  =  100-03 

180  —200 

0-817 

5. 

87-48 

12-60=100-08 

200  —220 

0-845 

6. 

87-40 

12-40=  99-80 

220  —250 

0-867 

The  analyses  afford  for  all  of  the  compounds  the  ratio  for  -6,  H,  6  :  10.  and  Yolckel  regards  them 
as  polymeres  of  -t^j.,  Hoo,  and  hence  of  the  caniphene  series  and  similar  to  petrolene  But  (as 
Warren  observes)  with  such  a  mode  of  distillation  artificial  products  were  likely  to  have  been 
obtained,  and  among  them  benzole  or  naphthalin;  and  the  presence  of  either  ofthe.se  compounds 
would  account  for  tlje  divergence  from  the  ethylene  series. 

The  composition  is  compared  by  Yolckel  to  that  oil  of  aniber  (an  admitted  product  of  distilla- 
tion, and  not  native  to  amber).  Dopping  obtained  for  the  oil  of  amber  passing  over  at  200'  C. 
C  87-48,  87-32,  H  12-06,  11-98=99-54,  99-30.  The  ratio  for  e,  H,  is  5  :  8,  which  is  also  that  for 
amber  itself;  and  the  formula  is  -Gio  Hig,  or  tliat  arrived  at  by  Boussingault  for  his  petrolene. 

Solid  Petrolexe.  The  asphalt  of  Peklenicza  (Murak(:z),  Austria,  affords  a  solid  poi  tion,  solu- 
ble in  ether  and  hardly  at  all  so  in  alcohol  (in  this  respect  Uke  the  asphaltene  of  Boussingault), 
whicii,  according  to  Nendtvich  (Haid.  Ber.,  iii.  271,  Jahrb.  G.  Keichs.,  vii.  743),  has  the  saim 
com2')osition  ivith  'petrolene. 

The  observations  thus  far  made  seem  to  point  to  a  Camphene  series  of  Hydrocarbons  as  char- 
acteristic of  many  viscid  bitumens,  and  of  some,  if  not  many,  asphalts.  But  the  investigations 
have  not  been  sufficiently  exact  to  sustain  satisfactorily  the  conclusion. 


PARAFFIN  GROUP. 

TVax-like  in  consistence;  white -and  translucent.  Sparingly  soluble  in 
alcohol,  rather  easily  in  ether,  and  crystallizing  more  or  less  perfectly  from 
the  solutions.  G.  about  0*85  — 0"98.  Melting  point  for  the  following 
species,  33°-90°. 

General  formula  0^  H2n,  or  that  of  the  ethylene  series,  according  to 
many  authors,    Carbon  85"T1,  hydrogen  2tl:'29  =  100;  +  according 

to  others.  The  peculiar  inertness  of  the  parathns  with  regard  to  chemical 
combination  is  urged  by  Watts  and  Frankland  as  favoring  the  latter  formula. 
Whichever  the  series,  they  are  regarded  as  species  of  high  atomic  weight, 
n  not  being  less  than  28.  The  different  species,  varying  in  the  value  of 
vary  also  in  boiling  point,  and  other  characters.  Those  here  re(;ognized 
have  not  been  studied  with  that  care  which  is  demanded  for  full  conlldence 
in  their  stated  composition,  or  in  their  purity  as  simple  species. 

Parafhns  occur  in  the  Pennsylvania  petroleum,  a  freezing  mixture  redu- 
cing the  temperature  being  sufficient  to  separate  it  in  crystals.  Also  in 
the  naphtha  of  the  Caspian,  in  Rangoon  tar,  and  many  other  .liquid  bitu- 
niens.  It  is  a  result  of  the  destructive  distillation  of  peat,  bituminous  coal, 
lignite,  coaly  or  bituminous  shales,  most  viscid  bitumens,  wood-tar  (from 
which  it  was  first  obtained  by  Reichenbach),  and  many  other  substances. 
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The  name  is  from  tlie  Latin  jyanim^  little^  and  affinis^  alluding  to  the 
feeble  affinity  for  other  substances,  or,  in  other  words,  its  chemical  indif 
ference. 

778.  URPETHITE.    Part  of  Ozocerite  (fr.  Urpeth  Colliery)  J.  F.  W.  Johmton,  Phil.  Mag.,  III. 

xii.  389,  18oS.    Urpethite  Dana. 

Consistence  of  soft  tallow.  G.  =  0*SS5,  Johnston.  Color  yello-Nvisli- 
brown  to  brown.  Adheres  to  the  fingers,  and  stains  paper.  Melting 
point  39^  C.    Soluble  readily  in  cold  ether. 

Comp. — Analysis:  Johnston  (1.  c.) : 

Carbon  85-83  H\-drogen  14-17  =  100. 

Ethereal  solution  brown  by  transmitted  light,  but  with  a  greenish  opalescence  by  reflected ; 
deposits  the  wax  in  brown  flocks.    Melts  at  39   C.  to  a  yellow-brown  liquid. 

Obs. — Constitutes  about  four-jifths  of  the  Urpeth  CoUier}-  ozocerite,  and  is  separated  from  the 
latter  through  its  sohibihty  in  cold  ether.  The  crude  wax.  as  found,  was  soft  enough  to  be 
kneaded  in  the  fingers  ;  had  a  greasy  feel,  and  gave  a  greasy  stain  to  paper;  was  suhtraii?] invent; 
of  a  brownish-yellow  color  by  transmitted  light,  but  yellowish-green  and  opalescent  I'V  lircit-d; 
and  had  an  odor  slightly  fatty,  which  was  stronger  when  melted.  It  occurred  in  cavities  near  a 
fault  in  the  coal  measures,  and  part  in  the  solid  sandstone. 

Laurent  obtained  a  variety  of  paraffin  by  the  dry  distilknion  of  the  bituniiuous  shale  of  Autun, 
which  nidttd  at  33'  C,  was  very  soluble  in  ether  and  insoluble  in  alcohol  and  which  cousisted  of 
Carbon  8o-T45,  hydrogen  14-2uU  =  99-9-i5.  It  may  be  identical  with  the  above.  It  is  quite 
probable  that  the  urpethite  obtained  by  Jolrnston  was  not  free  from  mixture  with  the  second 
paraffin  separated  by  him  from  the  Urpeth  miiKral  by  means  of  boiling  ether,  wiiich  is  here 
referred  to  ozocerite  (p.  T32);  and  such  a  mixture  might  account  for  the  divergence  of  the  melting 
point  from  that  of  Laurent's  paraffin.  Taking  33^  C.  as  the  true  melting  point,  the  several  paraffins 
here  described,  urpethite,  hatchettite,  ozocerite.  Johnston's  third  from  the  Ur^^eth  wax.  and  zietri- 
sikite.  have  nearly  a  common  difference  in  melting  points  of  13  —17",  the  temperatures  being 
respectively  33",  46',  6U',  73"  90'.  The  mean  ditt'erence  is  about  14""  ;  this  would  make  the 
melting  points  33',  47',  6r,  75',  89'. 

779.  HATCHETTITE.  Hatchetine  (fr.  Merthyr-TydvH)  Conyheare,  Ann.  PhU.,  i.  136,  1822. 
Mineral  Adipocire,  Mountain  Tallow  (fr.  Loch  Fjme),  Brande,  Ed.  Phil.  J.,  xi.  1824.  Hatchetine 
(fr.  Glamorganshire)  J.  F.  W.  Johnston,  Phil.  Mag.,  IIL  xil  338. 

In  thin  plates,  or  massive.  Reported  as  sometimes  occurring  as  laro-e 
crystals  in  fresh  specimens. 

H.  like  that  of  soft  wax.  G.  =  0-916,  Johnston  ;  0-9S3,  fr.  Loch  Fyne, 
after  melting  and  excluding  air  bubbles,  Brande  ;  0-608,  same  before  melt- 
ing, id.  Lnstre  slightly  glistening  and  pearly.  Color  yellowish- white,  wax- 
yellow,  greenish-yellow ;  blackens  on  exposure.  Subtransparent  to  trans- 
lucent ;  bnt  opaque  on  exposure.  Feel  greasy.  Withont  odor.  Melting 
point  4:6^  C,  fr.  Merthyr-Tydvil,  Johnston  ;  47°  C,  fr.  Loch  Fyne,  Brande. 
Polarizes  light  in  patches,  Brewster. 

Comp.,  etc. — Ratio  of  C,  H=nearly  1  :  1,  from  Johnston's  analysis,  =  Carbon  85-55,  hydrogen 
14-45  =  100.    Analysis  :  Johnston  (L  c.) : 

Glamorganshire       Carbon  85  9 1       Hydrogen  14-62  =  100-53. 

Tery  sparingly  soluble  in  boiling  alcohol,  and  precipitated  from  the  solution  on  cooling.  Also 
soluble  sparingly  in  cold  ether,  and  more  largely  in  bohiug ;  and  from  the  latter  deposited  in  a 
mass  of  minute  fibre.<=i  or  prisms.    After  repeated  boiUug  with  ether  there  remains  only  a  minute 
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portion  undissolved,  mixed  with  particles  of  charcoal  derived  from  the  blackened  surface  of  the 
specimen.  Charred  and  decomposed  by  concentrated  and  boiling  sulphuric  acid.  No  apparent 
change  in  boiling  nitric  acid.  CoDjbeare  (1.  c,  1S2'2)  stated  that  the  Merthyr-Tydvil  hatchettite 
melts  in  warm  water  under  17tt'^  F.,  whereas  true  bitumen  does  not  in  boiliug  water  ;  "  and  thia 
loose  remark  is  the  only  ground  for  the  statement  that  76-6"  C.  is  the  melting  point  of  one  variety 
of  the  mineral. 

Obs. — From  the  crevices  of  iron-stone  septaria,  and  often  in  geodes  containing  also  quartz 
crystals,  in  the  coal-measures  near  Merthyr-Tydvil  in  Glamorganshire  (and,  Johnston  adds,  in 
some  of  the  miLlland  counties  of  England) ;  also  in  a  bog  on  the  borders  of  Loch  Fyne  in 
Argylesliire,  Scotland.  The  latter  has  not  yet  been  analyzed.  Also  reported  from  Rossitz  in 
Moravia  (Jahrb.  G-.  Reichs.,  1854,  898),  in  the  Segen  Gottes  mine,  with  spherosiderite,  as  a  thin 
coating  on  caicite,  having  H.  =  l,  G.  =  0  892,  Patera. 

This  species  (or  at  least  the  bog  variety  from  Loch  Fyne)  is  probably  identical  with  the  kind 
of  parathn  that  fuses  at  45° — 47''  C. ;  and  which  has  been  obtained  by  the  destructive  distillation 
of  Boghead  coal  and  peat,  and  from  other  sources.  Anderson  obtained  in  his  analyses  of  this 
paraffin : 

C  H  Melting  T. 

1.  From  Boghead  coal,  cryst.  85-1  15-1 — 15*3  45-5'' 

2.  "  "        "    granular      85-0— 85-3     15-4  52 

3.  From  peat  (I)  85-09  15-10  46*7 

The  Boghead  coal  (from  Boghead  and  Torbane  HiU,  near  Bathgate  in  Linlithgowshire)  affords 
on  destructive  distiUation  a  very  large  amount  of  diiierent  oils  and  paraffin,  70  p.  c.  of  the  dried 
mass  beiug  volatile.    See  Bathvillite  beyond  (p.  742). 

Named  after  C.  Hatchett. 
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780.  OZOCERITE.  Part  of  Native  Paraffin.  Ozokerit  (Tjrought  by  v.  Meyer  fr.  Slanik, 
Moldavia)  Glocker,  Schw.  J„  Ixix.  215,  1833;  Magnus,  Ann.  Ch.  Phys.,  Iv.  217,  1834.  Cire 
fossile  Fr.    Erdwachs  Germ. 


Like  wax  or  spermaceti  in  appearance  and  consistency. 

G.  =  0*85— 0'90.  Colorless  to  white  when  pure;  often  leek-green,  yel- 
lowisli,  brownish-jellow,  brown  ;  and  when  brown .  sometimes  greenisli  by 
transmitted  light.  Often  having  a  greenish  opalescence.  Translucent. 
Greasy  to  the  touch.    Fusing  point  56°  to  63°  C. 

Comp.,  etc. — The  original  ozocerite,  from  Slanik  in  Moldavia,  as  described  by  Glocker  (1.  c, 
and  Arsb.,  18:^4,  2uS),  was  wholly  sohible  in  ether,  and  gave  a  yellow  solution  ;  also  soluble  in  oil 
of  turpentine  and  naphtha;  and  a  little  solul)le  in  boiUng  alcohol.  G.  of  the  mass  0'955,  Glocker; 
(.»-95:s,  Schrutter.    Melting  point  G2'  C,  Schrotter. 

The  mineral  wax  of  Urpeth  Colhery,  after  the  separation  of  wliat  was  soluble  in  cold  ether  (seo 
Urpethite,  p.  731),  afibrded  Johnston  (1.  c. )  anotlier  portion  through  its  solubility  in  boiling  ether ; 
and  this  is  apparently  identical  with  true  ozocerite.  While  soluble  in  boiUng  ether  it  is  sparingly 
so  in  boiling  alcohol.  As  obtained  from  the  ether  solution  it  was  yellow,  and  had  the  consistence 
of  soft  wax. 

A  kind  from  Boryslaw  in  Galicia,  examined  by  Hofstadter  (Ann.  Ch.  Pharm.,  xci.  326,  1854), 
resembled  ilie  preceding  in  its  appearance,  but  was  darker  colored,  being  blackish-brown  ;  in  thin 
pieces  reddish-ljrowo  to  leek-green  by  transmitted  hght;  G.:=u-944;  melting  point  60°.  By 
fractional  crystallization  it  was  separated  into  parts  varying  in  fusibility  from  60^  to  65°  5'  C. 
That  from  Truscawitz,  Galicia,  examined  by  Walter  (J.  pr.  Ch.,  xxii.  181)  appears  to  be  similar. 

Analyses:  1,  Schrotter  (Baunig.  ZS.,  iv.  2,  \^:<Q,  Bibl.  Univ.  de  Geneve,  iii.  184,  1836);  2, 
Johnston  (1.  c.) ;  3,  Walter  (1.  c  ) ;  4,  5,  Hofstadter  (1.  c.) : 


1.  Slanik 

2.  Turpeth  C. 

3.  Truscawitz,  crude 

4.  Boryslaw,  A. 

5.  B. 


c 

H 

Melting 

T. 

BoihngT.  G. 

84-43 

13-69  = 

98-12 

62°— 63  = 

C. 

210°  0-953 

Schrotter. 

86-80 

14-06  = 

IcO  86 

58 

? 

Johnston. 

84-62 

14-29  = 

98-91 

59 

ov.  300 

Walter. 

84-94 

14  87  = 

99-81 

61 

0-944 

Hofstadter. 

85-78 

lt-29  = 

100-07 

65-5 

Hofstadter. 

The  A  of  Hofstadter  was  the  portion  separated  by  fractional  crystallization  which  had  61°  0.  aa 
the  melting  point,  and  the  B  that  which  had  for  this  point  65-5°. 
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The  above  results  agree  closely,  and  probably  the  ozocerite  in  the  specimens  examined  was  but 
little  impure  from  mixture  with  other  parafiins. 

Hermann  has  described  a  wax-like  mixture  from  seams  in  a  rock  in  the  vicinity  of  Lake  Baika' 
which  he  caUs  Baikeriie  (J.  pr.  Ch.,  ixxiii.  280).  About  G0"18  p.  c.  of  it  was  soluble  in  boihng 
alcohol  100  parts  dissolving  1  ;  and  this  portion  appears  to  be  ozocerite.  It  was  tasteless  and 
inodorous;  melting  point  C. ;  G.  =  ti'j  •.  Tlie  rest  (■2'.r82  p.  c.)  of  the  baikeriie  consisted 
as  follows:  T'Ci  wax-like  iiubstanc^'  iiisol'ible  in  alcohol;  ol  -^l  viscid  resin;  0-o9  earthy  impuri- 
ties. 

The  same  compound  has  been  obtained  from  mineral  coal,  peat,  and  petroleum,  mineral  tar, 
etc..  by  destructive  distillation,  'ilie  following  are  examples:  1,  Anderson  (Rep.  Brit.  Assoc., 
IboG,  J.  pr.  Ch.,  Ixxii.  3;Ui;  2,  Hjlstadter  (1.  c.j : 

C  H  Melting  Point. 

1.  Rangoon  Tar  85-15       1 5-29=i:100-44       61^  Anderson. 

2.  From  Bitum.  shale.  Bonn.    bG-lb       14-36  =  100-52       GT  Hofstadter. 

Ozocerite  occurs  at  each  of  the  localities  mentioned,  in  beds  of  coal,  or  associated  bituminous 
deposits  ;  that  of  Slanik,  Moldavia,  Ijeneath  a  bed  of  bituminous  clay  shale ;  in  masses  of  some- 
times 80  to  l.H)  lbs.,  at  the  foot  of  tiie  Carpathians,  not  far  from  beds  of  coal  and  salt;  that  of 
Boryslaw  in  a  bituminous  clay  associated  with  calciferous  beds  in  the  formation  of  the  Carpathians, 
in  masses.  Reported  also  from  near  Gaming  in  Austria ;  in  Transylvania,  near  Moldavia,  in  the 
Carpathian  sandstone  ;  at  Uphall  in  Linhthgowshire. 

Xamed  from  "^co,  I  smeU,  and  kjjoos,  ivax^  in  aUusion  to  the  odor. 

781.  ZIETRISIKITE.  Cire  fossile  de  Moldavie  Magnus,  Ann.  Ch.  Phys.,  Iv.  217,  1833. 
Ozockerite  (fr.  Zietrisika)  Malaguti,  C.  R.,  iv.  410,  1837,  Ann.  Ch.  Phys.,  Ixiii.  390,  Pogg.,  xhii. 
147.    Zietrisikite  Dana. 

Like  ozocerite  in  neai-ly  all  physical  characters. 

Hardness  like  that  of  beeswax,  or  harder.  G.  =  0*9;  0*94:6,  Malaguti. 
Color  bruwn.  Melting  point  90°  C. ;  82^  — 8^°  in  the  crude  or  impure 
mineral.    Insoluble  in  ether. 


Comp.,  Var.,  etc. — The  almost  complete  insolubility  of  this  fossil  wax  in  ether  distinguishes 
it  decisively  from  ozocerite. 

1.  Magnus,  who  made  the  first  examination  of  the  fossil  wax  brought  by  v.  Meyer  from  Slanik. 
Moldavia,  appears  to  have  had  a  different  stibstance  in  hand  from  that  examined  by  Glocker  (by 
whom  ozocerite  was  named)  and  by  Schrotter,  as  he  stales  that  only  a  very  little  of  it  was  dissolved 
by  alcoliol  or  ether,  and  the  rest,  after  the  action  of  these  solvents,  was  eroded  with  holes,  show- 
ing the  presence  of  iusohtble  and  soluble  constituents.  The  insoluble  was  soluble  in  oil  of  tur- 
pentine, and  of  this  part  the  melting  point  was  82  ',  and  the  composition  as  given  below. 

2.  The  wax  from  Zietrisika,  Moldavia,  examined  by  Malaguti,  is  regarded  by  him  as  identical 
with  that  of  Magnus.  It  was  foliated,  conclioidal  in  fracture,  pearly  in  lustre,  deep  red-brown  in 
color  with  a  greenish  reflection,  but  in  very  thin  pieces  brown,  and  a  httle  harder  than  beeswax. 
It  was  very  slightly  soluble  in  alcohol  or  boiling  ether,  and  very  soluble  in  oil  of  turpentine  and 
naphtha,  with  no  action  from  alkahes  or  cold  sulpliuric  acid.  It  melts  at  84'  C,  and  boils  at 
above  oOO  .  On  subjecting  it  to  boiling  alcohol,  a  small  portion  was  dissolved,  whose  melting 
point  was  7.5";  by  a  second  treatment  another  portion  was  obtained,  having  for  the  melting  point 
78'' :  and  at  the  fourth,  the  portion  dissolved  was  found  to  have  the  same  melting  point  as  that 
of  the  undissolved  mass,  which  was  90".  This  then,  which  he  calls  hroivn  ozocerite,  appears  to 
be  the  point  of  fusion  of  the  true  zietrisikite,  and  tliis  alone  was  analyzed;  as  the  rest,  his  yelloio 
ozocerite,  he  says,  "est  un  melange,  j'ai  juge  inutile  d'en  faire  Tanalyse." 

Analyses:  1,  Magnus  (h  c);  2,  o,  Malaguti  (L  c): 

C  H  Melting  T.     Boiling  T. 

1.  Moldavia  84-61       15-30=99-91  82'  C.  Magnus. 

2.  Zietrisika,  Mold.        84-53       14-.i2  =  9s  T5  90         Above  300' C.  Malao-nti. 

3.  84-78       14-3T  =  99-15  90  "  Malaguti. 

The  wax  from  Zietrisika,  in  Moldavia,  occurs  in  large  masses,  and  under  similar  circumstances 
with  that  of  Slanik. 

7S1A.  Johnston,  in  his  examination  of  the  Urpeth  CoUiery  wax  (see  Urpethite  and  Ozocerite), 
after  separating  by  ether  (first  cold,  and  then  boiling)  about  five-sixths  of  the  mass,  obtained  for  the 


T34 


HTDROCAEBOX  CO:i[POUXDS. 


remaining  sixth  a  tliird  portion,  almost  insoluble  in  ether,  having  G.  =  0*955;  color  dark  brown 
consistence  like  that  of  u'ax;  melting  point  73'  C,  and  boihng  point  above  260'  C.    It  may  be 
identical  \rith  the  above,  but  its  melting  point  would  imply  that  it  was  distinct.    He  obtained 
for  its  composition  C  8o"81,  11  I3"65  =  9, '46. 

7 SIB.  Neft-gil  (Xaphtdachil  Xephatil,  Jahrb.  Min.  1846,  84.  Naphtliadil  Kenng.,  Ueb.  184-1- 
'4i',  2j4.  Iseftdegil  Herm.^  J.  pr.  Ch.,  Ixxiii.  220.  Neft-gil  Fritzsche,  ib.,  32  i).  A  very  abundaut 
material  in  the  naphtha  region  on  TscheJeken  I.,  in  the  Caspian.  It  is  a  mixture  of  paraffins  and 
a  resin,  but  appears  to  be  most  nearly  related  to  zietrisikite.  Gr.  =  0-956;  color  chocolate-brown; 
melting  point  75  C.  Hermann  found  66  p.  c.  of  a  wax  like  substance  insoluble  in  alcohol,  and 
18  p.  c.  of  another  soluble  in  alcohol,  besides  l:-;-8.-5  p.  c.  of  a  resin.  In  ether  a  large  part  was 
insoluble;  and  this  portion  may  be  identical  with  the  zietrisikite,  or  the  insoluble  paraffin  from 
the  Urpeth  wax  (p.  731). 

78 IC.  Pyropissite  Kenng,  Ueb.  1850-51,  148.  Kenngott  has  thus  named  an  earthy,  friab).:, 
coaly  substance,  of  grayish-brown  color,  and  without  lustre,  and  having  G-.  =  0'493— 0*522,  wliicli 
forms  a  layer  6  to  9  in,  thick  in  brown  coal  at  Weissenfels,  near  HaUe.  It  is  a  mixture  of  species 
instead  of  a  nnneral,  and  has  not  yet  been  properly  investigated.  A  small  part  is  soluble  in 
alcohol,  especially  in  boiling,  and  this,  precipitated  by  adding  water,  is  a  wax-hke  substance, 
paraffiu-hke  in  aspect.  But  whether  true  paraffin,  or  whether  an  oxygenated  wax,  related  to 
geocerite  (a  specier,  derived  from  a  similar  earthy  brown  coal  from  Gersterwitz,  near  Weissenfels). 
has  not  been  ascertained.  It  melts  easily  to  a  pitch-hke  mass,  and  hence  the  name,  from  nro.  jirt, 
and  rri  7(7.1,  pitch.  It  atibrds  62  p.  c.  of  paraffin  on  dry  distillation.  On  the  composition  of  the  related 
Gersterwitz  earthy  coal,  see  pp.  757,  758;  also.  C.  Karslen,  ZS.  G.,  ii.  71.  And  for  other  papers 
on  a  similar  material  Irom  Helbra,  between  Mansfeld  and  Eisleben,  see  Voigt,  Brennbarer  Fossil 
fr.  Helbra.  Vers.  Gesch.  Steiukohle,  etc.,  188,  1802,  J.  d.  M.,  xv.  77,  1-04;  G.  Heine,  id.,  Jahrb. 
Min.  1845,  149.  Such  coals  are  sometimes  called  Paraffin  coal,  and  in  German  Wachskohle. 
Kenngott  refers  here  also  an  earthy  bro^vn  substance  from  Mettenheim,  which  melts  similarly  to 
an  asphalt-like  substance  ;  no  other  evidence  of  identity  is  stated.  It  occurs  incrusting  massive 
limestone. 

782.  ELATERITE.  Subterranean  Fungus  (fr.  Derbyshire)  Lister,  Phil.  Trans.,  1673.  Elastic 
Bitumen.  Mineral  Caoutchouc.  Bitume  elastique  Delameth.,  J.  de  Phys.,  xxxi.  31,  17^7. 
Elastic  Bitumen  Hatchett,  Linn.  Trans.,  iv.  146,  1797.  Elastiches  Erdpech  Klapr.,  Beitr.,  iii,  107, 
1802.    Elastisches  Erdharz  Germ.    Elaterit,  Fossiles  Erdharz,  Eausm.,  Handb.,  i.  87,  1813. 

Massive,  amorphous. 

G.  =  0 -905— 1-233,  fr.  Derbyshire.  Soft,  elastic,  sometimes  adhering  to 
the  liiigers  {ci)  ;  also  moderately  soft  and  elastic  ;  much  like  india-rubber  (b) ; 
and  occasionally  hard  and  brittle  (c),  imbedded  in  the  softer  kinds.  Color 
brown,  usnally  dark  brown.  Snbtranslucent ;  sometimes  dark  orange-red 
by  transmitted  light. 

Comp.,  etc. — Johnston  analyzed  the  three  kinds,  a,  b,  c,  separately.  He  mentions  the  action 
of  ether  only  on  the  h,  from  which  it  separated  but  18  p.  c.  of  the  mass;  and  the  two  analyses 
given  are  those  of  the  undissolved  material    Analyses : 


C  H 

1  (a)                 85-474  lS-283=98-757. 

2  (&)                   84-385  12-576  =  9G-961. 

3  (6)                   83-671  12-535  =  96-206. 

4  (c)                   85-958  1 2-342  =  98-3n0. 

5  (c)                   86-177  12-423=98-600. 


He  states  that  the  loss  ui  a  and  c  may  be  partly  or  wholly  oxygen,  and  that  in  the  case  of  c,  or 
the  insoluble  residue,  3—3-8  p.  c.  is  oxygen.  He  thus  leaves  the  constitution  of  elaterite  in 
doubt.  It  appears  to  be  partly  a  carbohydrogen  near  ozocerite,  and  partly  an  oxygenated  insolu- 
ble material.  Mr.  Henry,  Jr.,"^ found  36  to  4i)  p.  c.  of  oxygen  (J.  de  Ch.  Medicale,  i.  18):  but  his 
results,  as  Johnston  observes,  are  evidently  untrustworthy. 

It  is  found  at  Castleton  in  Derbyshire,  in  the  lead  mine  of  Odin,  along  -with  lead  ore  and  calcite, 
in  compact  reniform  or  fungoid  masses,  and  is  abundant.   Also  reported  from  St.  Bernard's  Well 
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near  Edinburgh:  Chcapel  quarries  in  Fifeshire;  a  coal  mine  at  Montrelais,  at  the  depth  of  230  feet; 
and,  according-  to  Hausmann  (Ilaudbuch,  iii.  273),  at  Neufchatel,  and  on  the  island  of  Zante.  A 
similar  material  in  external  characters  has  been  met  with  at  Woodbury,  Ct. 

783.  Settling  Stones  Resin  (New  Mineral  Resin  (fr.  Settling  Stones)  ./.  F.  W.  Johnston,  Edinb. 
J.  Sci..  11.  iv.  1'22,  1831,  Phil.  Mag.,  III.  xiv.  88,  18"9.  Elaterite?)  In  the  form  of  drops,  more  or 
le^is  rounded,  or  fiattened.  as  if  once  fluid  or  soft,  and  found  incrusting  the  rocky  walls  of  a  vein  at 
an  old  lead  mine  in  Northumberland,  known  by  the  name  of  Settling  Stones,  resting  on  and  occa- 
sionally covered  by  calcite  and  pearl  spar ;  the  rock  is  the  Mountain  limestone  (Subcarboniferous). 
It  is  hard,  brittle  under  the  hammer,  but  difficult  to  reduce  to  powder;  G  =riG— 1-54;  colol 
from  pale  yellow  to  deep  red;  a  pale  green  opalescence;  does  not  melt  at  2^^' G.  Burns  in  the 
flame  of  a  candle.    Very  shghtiy  acted  upon  hj  alcohol. 

COMP.,  etc. — 0.  ratio  for  O,  H=nearly  2  :  3  (?) ;  an  analysis  affording  Johnston  (1.  c.)  : 

Carbon  85-133       Hydrogen  10-853       Ash  8-256  =  99-242. 

But  Johnston  adds:  "It  is  therefore  doubtful  ivhether  this  res inoid  substance  contains  oxygen  07 
not.  It  may  be  only  an  impure  carbo-hydrogen."  It  is  very  slightly  acted  upon  by  alcohol. 
Gives  empyreumatic  products  when  fuaed  in  a  closed  tube.    It  has  close  relations  to  elaterite. 


FICHTELITE  GROUP. 

The  Ficlitelite  group,  according  to  the  analyses,  belongs  to  the  Camphene 
series  of  hydrocarbons,  the  general  formula  for  which  is  On  H2  n-4. 

Petrolene,  or  more  correctly  the  petrolene  group  of  oils,  has  been  referred  to  the  Camphene 
series ;  and  should  constitute  a  group  preceding  the  Fichtelite  group,  if  the  analyses  were  made 
on  pure  species,  and  are  to  be  credited.    See  p.  729. 


784.  FICHTELITE.  Tekoretin  Forchh.,  Vid.  Selsk.  Afh.  Copenh.,  1840,  J.  pr.  Ch.,  459,  1840 
Fichtelit  JBromeis,  Ann.  Ch.  Pharm.,  xxxvii.  304,  1841 ;  T.  E.  Clark,  Ann.  Ch.  Pharm.,  ciii.  236, 
1857,  Am.  J.  Sci.,  II.  xxv.  164. 

Monoclinic.   6^=53°,  /  A  7=83°  and  97°  ;  /A  i-i  6I6 
=  131°  30',  0  A  ^-z=127°,  0  A  l-^=rl05°,  i-i  A  1-i 
=  128°,  Clark.   Crystals  lengthened  in  the  direction 
of  the  ortliodiagonal. 

11.=:  1.  Lustre  somewhat  greasy.  Color  white. 
Translucent.  Brittle.  Without  taste  or  smell. 
Distils  over  without  decomposition.  Solidifying 
temperature  36°  C.  Easily  soluble  in  ether  ;  less  so 
in  alcohol. 


0 


\ 

0 

/ 
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H 
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Comp.,  Var.,  etc. — Ratio  of  H=5  :  8  =  Carbon 
meis  (1.  c.) ;  2,  Clark  (1  c.) ;  3,  Forchhammer  (1.  c.) : 


hydrogen  11-65,    Analyses:  l,Bro- 


G 

1.  Redwitz  87-95 

2.  "         (f)  87-18 


3.  Tecorelin 


85-89 


H  Melting  T.  Boiling  T. 

10-70  =  98-65  46°  Bromeis. 

r2-86  =  99-99          46  above  320°  Clark. 

12-81  =98-70          45  360  Forchh. 


Decomposed  by  anhydrous  sulphuric  acid  ;  also  by  heated  fuming  nitric  acid ;  soluble  in  cold 
nitric. 

Clark,  after  a  revision  of  the  investigations  on  fichtelite  and  the  related  resins,  concludes  that 
there  is  no  doubt  of  the  identity  of  the  substance  analyzed  by  him  with  Bromeis's  fichtelite,  and 
deduce  the  empirical  formula  H**. 
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The  mhioral  oCvrars  i.i  tlie  form  of  shining  scales,  flat  crystals,  and  thin  layers  between  the 
rings  of  growrh  c.iul  thronghout  the  texture  of  pine  wood  (identical  in  species  with  the  modern 
Pinu-s  sijLve&tris]  from  ptat  beds  in  the  vicinity  of  Redwitz,  in  the  Fichtelgebirge,  Xorth  Bavaria 
The  cryst:ils  described  by  Clark  (f.  616)  were  obtained  artificially  by  means  of  ether  and  alcohol. 

An  odij  substance  was  extracted  by  Schrutter  by  means  of  ether  from  wood  of  the  same  peat 
bed  which  atibrded  the  fichtclite  ;  and  this  solution  yielded  two  substances,  one  of  which  was 
an  oil  regarded  by  him  as  identical  with  fichielite  in  ratio;  it  ga\e  on  analysis,  Carlson  bS"58, 
hydrogen  11*34  =  9;J-J:-.    The  other  substance  was  crystallized  and  contained  oxygen. 

Tecoretin  was  obtained  from  pine  trees  of  the  same  species  in  marshes  near  Iloltogard  in  Den- 
mark. The  resin  from  the  wood,  first  observed  by  Steenstrup,  was  found  b}^  Forchlianimor,  after 
dissolving  it  in  boiling  alcohol  to  contain  two  substances  crystallizing  from  the  solution  at  differ- 
ent temperatures  The  facoretin  was  the  least  soluble  of  the  two,  or  that  which  crystallized  out 
first  (the  other  was  his  phijUordin,  see  p.  737) :  its  crystallization  was  monoclinic,  and  its  fusing 
point  45  .  From  the  analysis  Clark  writes  the  empirical  formula  ij  li" ;  but  states  that  the 
mineral  resembles  fichteUte  in  every  other  respect. 

785.  HAHTITS.    Hartit  Haid..  Fogg.,  liv.  261,  1841.    Branchite  Savi,  Cimcuto,  i.  342,  Jahrb 

Min.  1842,  459. 

Monocliiiic.  Resembling  ficlitelite  in  crystalline  form,  lustre,  color, 
transliicency,  and  the  reactions  with  alcohol,  ether,  and  the  acids.  But 
melts  at  Ti^-75°  C.    Boiling  temperature  very  high. 

Comp.,  etc.— Ratio  of  H=12  :  20=Carbon  87-8,  hydrogen  12-2.  Analyses:  1.  Schrotter 
(Pogg.,  lix.  37);  2,  Piria  (Cimento,  i.  346,  Jahresb.  1855,  984): 


Piria's  analysis  corresponds  nearly  with  the  ratio  9  :  16. 

Obs. — Hartde  is  found  in  a  kind  of  pine,  like  fichtelite,  but  of  a  different  species,  the  Pence 
acerosa  Unger,  belonging  to  an  earlier  geological  epoch.  It  is  from  the  brown  coal  beds  of  Ober- 
hart.  near  Ologgnitz,  not  far  from  Yienna,  Reported  also  from  Rosenthal  near  Koflach  in  Styria, 
and  Pravali  in  Carinthia.  It  occurs  among  the  layers  or  tissues  of  the  wood,  and  also  in  clefts 
in  the  coal  or  lignite. 

Brandiitt  is  colorless  and  translucent,  with  G.  =  1'0442,  and  comes  from  the  brown  coal  of  Mt. 
Yaso  in  Tuscany.    It  is  soluble  in  alcohol,  like  hartite. 

786.  DIXITE  Mmegliin'i  (Gaz.  Med.  Italiana,  Firenze.  Toscana,  July,  1852).  Occurs  as  an 
aggregation  or  druse  of  crystals  ;  cleavage  none  ;  with  the  appearance  of  ice,  but  with  a  yellow 
tinge  due  to  a  foreign  substance.    Inodorous ;  tasteless ;  fragile,  and  easily  reduced  to  powder. 

Insoluble  in  water ;  Uttle  soluble  in  alcohol  very  soluble  in  ether  and  in  sulphuret  of  carbon. 
The  ethereal  solution  on  standing  deposits  large  crystals  of  the  dinite.  Fuses  with  the  warmth 
of  the  hand  ;  heated  in  a  close  vessel  distils  over  without  undergoing  any  sensible  decomposition. 
"When  melted  it  looks  like  a  yello-wish  oil ;  crystallizes  m  large  transparent  crystals  on  cooling. 

From  a  lignite  deposit  at  Lunigiaua,  Tuscany,  where  it  was  found  by  Prof.  Dini. 

787.  IXOLYTE  (Ixolyt  Haid..  Pogg.,  Ivu  345,  1842).  Amorphous.  H.  =  1.  (^.  =  1-008. 
Lustre  greasy.  Color  hyacinth-red.  Pulverized  in  the  fingers,  it  becomes  ochre-yellow  and  yel- 
lowish-brown. Tliin  fragments  subtranslucenc.  Fracture  imperfect  conchoidal  in  the  purer 
varieties. 

Softens  at  76'  C,  but  is  still  tenacious  at  100'  C,  whence  the  name,  from  tf;?,  gluey^  likebirdlime, 
and  Xv(-.  to  dissolve 

This  species  is  said  to  resemble  hartite,  though  differing  in  the  temperature  of  fusion  and  other 
characters  It  occurs  in  a  coal  bed  at  Oberhart,  near  Gloggnitz ;  pieces  sometimes  half  an  inch 
thick,  associated  with  hartite. 


1.  Hartite 

2.  Branchite 


C 
87-47 
87-0 


H 

12-  01  =  99-51  Schrotter. 

13-  4=  100-4  Piria. 
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BEXZOLE  GROUP. 

Oily  fluids  at  tlie  ordinary  temperature.  General  formula  -Gn  IT2n— e. 
Soluble  in  alcohol  and  ether.  The  species  observed  in  nature,  which 
include  all  those  known  of  the  Benzole  series,  are  the  following  : 


C 

H 

Gr. 

Boiling  T. 

788. 

Benzole 

He 

=  92-31 

7-69  = 

100 

0-85  at 

15-5=  C. 

82^  C. 

789. 

TOLUOLE 

H, 

=  91-30 

8-70  = 

100 

0-83  at 

5 

Ill 

790. 

Xtlole 

Hio 

=90-57 

9-43  = 

100 

0-86  at 

19 

139 

791. 

CUMOLE 

Hi. 

=  90-00 

10-00  = 

100 

0-87 

148 

792. 

Ctmole 

■^10 

H,, 

=  89-55 

10-45  = 

100 

0-86  at 

14 

175 

W.  de  la  Rue  and  H.  iliiller  detected  in  1856.  in  Rangoon  tar,  the  first  three  of  the  above 
species,  with  another  designated  pseudccumole  (isocumole).  In  1860  Bussenius  and  Eisenstuck 
(Ann.  Ch.  Pharm.,  cxiii.  151)  announced  xylole  as  present  in  the  petroleum  of  Sehnde  in  Hanover  ; 
and  the  same  year  (ib.,  cxv.  19;  Pebal  and  Freuud  detected  all  the  above  five  species  of  the  series 
in  the  naphtha  of  Boroslaw  in  G-ahcia.  Warren  and  Storer  also  (ilem.  Am.  Ac.  Boston,  ix.  216) 
have  detected  xylole  and  isocumole  "  in  the  Rangoon  tar.  Xone  of  the  series  vceve  detected  by 
Pelouze  and  Cahours  in  tlie  Pennsylvania  petroleum. 

These  oils  are  produced  in  the  destructive  distiUation,  at  high  temperatures,  of  bituminous 
coals,  fatty  substances,  etc. 

793.  EONLITE.  (Fr.  Uznach)  Kran-s,  Pogg..  xliii.  141,  1838.  Konlit  (fr.  ib.)  Schrdtter,  ib.,  lix. 
37,  1843;  (fr.  Redvvitz)  v.  TrommsdorfF,  Ann.  d.  Pharm.,  xxi.  126.  Konleinit  Eausm.,  Handb., 
1487,  1847;  Kenngott,  Ber.  Ak.  Wien,  xiv.  272,  :Min.  d.  Schweiz,  419,  Leipzig,  1866. 

In  folia  and  grains ;  amorphous  ;  stalactitic. 

Soft.  G.=:0-sS,  Trommsdorti'.  Color  reddish-bro^vn  to  yellow.  Melt- 
ing point  11-^^  C,  Ivraus  ;  luTJ^,  Trommsdorti'.  Distils  at  2UU°,  undergoing 
decomposition  at  the  same  time,  and  leaving  a  brown  residue.  Very 
slightly  soluble  in  cold  and  hot  alcohol ;  much  more  soluble  in  ether  ;  the 
latter  solution  afibrding  wax-like  folia. 

Comp. — Ratio  of  -6,  H=l  :  1;  n(€6Hs)  or  a  polymere  of  benzole.  Fritzsche  makes  the 
formula  Hi6  =  y  He).  (Bull  Ac.  St.  Pet.,  iii.  88,  1860.)  Analyses:  1,  Kraus  (L  c);  2, 
V.  Trommsdorflf  (1.  c): 

C  H 

1.  Uznach,  Switz.  9-2-429       7-571  =  100  Kraus. 

2.  Redwitz,  Bavaria       90-90         7  58  =  98-48  Trommsdorff. 

The  Rcd^itz  mineral  may  be  a  different  species.  Konlite,  unlike  scheererite,  is  changed  by 
distillation,  yielding  a  substance  which  melts  by  the  v:arhdh  of  the  hand.  For  this  product 
Elrauss  proposed  the  name  j^yroscheererite. 

In  brown  coal  at  Uznach.  at  the  same  locality  vrith  scheererite  ;  near  Redwitz,  Bavaria,  m  the 
Fichtelgebirge.  with  flchtelite  ;  reported  by  Eeungott  from  the  brown  coal  of  Fossa  in  the  Eger 
vaUey(Ceb.,  1850-51,  147). 

Xamed  after  Konlein.  formerly  superintendent  of  the  coal  works  at  Uznach. 

Phtlloretix  of  Forchhammer  (  J.  pr.  Ch.,  xx.  459.  1S40)  is  near  the  above,  and  is  made  identi- 
cal with  it  by  Fritzsche.  It  was  obtained  from  an  alcohohc  solution  of  a  resin  from  the  marshes 
near  Holtegard  in  Denmark ;  the  more  soluble  of  the  two  resins  obtained  (see  p.  736)  being  the 
phyU.oretin.  Fusing  point  86  -87".  Dissolves  easily  in  alcohol.  Forclihammer  obtained  Carbon 
9U-22,  90-12,  hydrogen  9-22,  9-26 ;  and  deduces  for  the  ratio  of      H,  8  :  10. 
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794.  NAPHTHALIN. 

Orthorhombic.    Coniinonly,  as  artificially  prepared,  in  rhombic  tables  of 
122°  and  78^  with  the  acute  angles  truncated,  or  hexagonal  tables. 
^Lustre  brilliant.  Color  white.  G.  =  l-153  at  18°  C.  ;  0-9778,  at  79-2°  C, 
Kopp.  ;  at  which  temperature  it  melts.    Boiling  point  218°  C.  Dissolves 
jeadiiy  in  alcohol,  ether,  oil  of  turpentine,  fatty  oils,  etc. 

Comp.,  etc.— H«  =  Carbon  9.3-75,  hydrogen  6-25=:100.  The  first  of  the  Kaphthalin  series, 
the  general  formula  for  which  is  -G,,  H.2,,-1:.    Burns  with  a  dense  smoking  flame. 

Obs. — Found  sparingly  in  Rangoon  tar,  by  De  la  Rue  and  Miiller,  and  by  "Warren  and  Storer. 

Artif. — Formed  easily  from  petroleum,  coal-naphtha,  essential  oils,  on  passing  them  through 
red-hot  tubes. 

795.  IDRIALITE.    Quecksilberbranderz  pt.    Idrialine  (fr.  Idria)  Dumas,  Ann.  Ch.  Phys.,  L 
360,  1832.    Idrialite  Schrditer,  Baumg.  ZS.,  iii.  245,  iv.  5. 

In  the  pure  state  crystalline  in  structure.  Color  white.  In  nature 
found  only  impure,  being  mixed  with  cinnabar,  clay,  and  some  pyrite  and 
gypsum  in  a  brownish-black  earthy  material,  called,  from  its  combustibility 
and  the  presence  of  mercury,  injiammable  cinnahar  (^Quecksilberbranderz). 

Comp.,  etc. — Dumas  separated  the  idrialite  by  treatment  with  oil  of  turpentine.  Analyses : 
1,  Dumas  (1.  c);  2,  8,  Sehrotter  (1.  c.): 

Carbon        949       94-50  94-80 
Hydrogen      5-1  D.    5-19  Schr.    5-49  Schr. 

Corresponding  to  the  ratio  for  -6,  H  about  3  :  2  =  Carbon  94-'74,  hydrogen  5*26  =  100.  Insolu- 
ble m  water,  and  little  so  in  alcohol  or  ether.  Fuses  at  205^^  C.  Sehrotter  found  in  one  specimen 
of  the  crude  mineral  77  32  idrialite,  17-85  cinnabar,  and  2*75  of  other  impurities. 

Bodecker  (Ann.  Ch.  Pharm.,  lii.  100,  1844)  obtained  for  the  composition  of  a  substance  he 
derived  from  the  crude  material,  (f)  Carbon  91-83,  hydrogen  5  30,  oxygen  2-87  =  100,  correspond- 
ing to  C^"  H'*  0  (or  an  oxydized  idrialite).  He  derived  it  from  the  ore  by  sublimation  in  an  atmo- 
sphere of  carbonic  acid,  Bodecker  states  that  a  black  material  obtained  from  the  condensation- 
chambers  at  Idria  afforded  a  substance  which  has  the  composition  of  Dumas's  idrialite ;  and  this 
he  calls  Idryl  supposing  it  to  be  the  radical  of  his  own  idriahte. 


II.  OXYGENATED  IIYDEOCAEBOXS. 

796.  GEOCERITE.    Geocerain  L.  Bruckner,  J.  pr.  Ch.,  Ivii.  14,  1852. 

AYax-like.  Culor  white.  Xot  observed  to  crystallize  from  its  solution 
in  alcohol.  Melting  point  near  80°  C.  ;  after  fusion  sohdifies  as  a  yel- 
lo^vish  wax,  hard  bu't  not  very  brittle.  Soluble  in  alcohol  of  80  p.  c.  Xot 
acted  upon  by  a  hot  solution  of  potash. 

Comp.— 628  HsflOs,  Briickner= Carbon  79-24,  hydrogen  13-21,  oxygen  7-55  =  100.  Analyses: 
Briickner  (h  c.) : 

C  H  0 

79-06  13-13  [7-81]  =  100. 
79-16       13-01       [7-83j  =  100. 

Obs. — From  the  same  dark-hrown  brown  coal  of  Gesterwitz  tbat  afiforded  the  geomyriciie  (p. 


OXYGEXATED  IIYDROCAEBONS. 


739 


739),  and  from  the  same  solution.  The  sohitiou,  after  yielding  the  geomyricite,  and  next,  on 
adding  a  hot  solution  of  acetate  of  lead,  a  precipitate  of  a  salt  of  lead  and  ''  geoccrinsiiure,'* 
fiually  afforded,  on  flitting  the  hot  solution,  the  geocerite  in  the  state  of  a  jelly,  which  on  drying 
became  a  white  foliated  mass. 

The  distillation  product  obtained  from  the  same  dark -brown  brown  coal,  tallow-like  in  consist- 
ence (but  m  pearly  crystals  from  a  subsequent  alcohoUc  solution)  aflorded  Carbon  8.5 2,  hydro- 
gen l4'ol,  oxygen  [2-17],  corresponding  to  tlie  formula  Huo  O,  as  if  derived,  as  follows,  a? 
Brilckuer  states,  from  the  above:  2  (Oog  Has  B.>)  -(-0  O2  +  H2  0)=-G55  Huo  O.  It  is  identical 
with  the  distillation  product  from  the  yellowish-brown  brown  coal  of  the  same  locality. 

Named  from  yn,  earth,  and  Kiqpoi,  icax. 


797.  GEOMYRICITE.    aeomyricin  L.  Bruckner,  J.  pr.  Ch.,  Ivii.  10,  1852. 

Wax-like.  Obtained  in  a  pulverulent  form  from  a  solution,  the  grains 
consisting  (as  apparent  under  a  microscope)  of  acicular  crystals.  Color 
white.  Melting  point  80°— 83°  C.  After  fusion  has  the  aspect  of  a  yel- 
lowish brittle  wax.  No  action  in  a  solution  of  potash.  Soluble  easily  in 
hot  absolute  alcohol  and  ether,  but  slightly  in  alcohol  of  80  p.  c. 

Comp.,  etc. — C34H68O2,  Briickner,= Carbon  80-59,  hydrogen  13-42,  0  5-99=100.  Analyses: 


0 

H 

0 

1. 

G.=83° 

80-33 

13-50 

"6-17 

2. 

G.=83 

79-97 

12-85 

7-18" 

3. 

G.  =  80 

80-21 

13-24 

6-55 

Burns  with  a  bright  flame. 

Briickner  observes  that  the  composition  is  very  near  that  of  the  Chinese  wax,  Palm  wax  (from 
the  S.  A.  palm,  Ceroxylon  andicola),  Carnauba  wax  (from  the  S.  A.  palm,  Corypha  cerifera),  for 
which  Lewy  obtained  C36       02=Carbon  80-59,  hydrogen  13-42,  oxygen  5*99  =  100. 

Obs. — Occurs  at  the  G-esterwitz  brown  coal  deposit,  in  a  dark  brown  layer,  similar  in  most 
respects  to  the  yellowish-brown  which  afforded  the  leucopetrite.  Its  very  slight  insolubility  in 
alcohol  of  80  p.  c.  enabled  Briickner  to  separate  resins  and  other  soluble  ingredients  present  in 
the  mass.  L.  Lesquereux  states  (priv.  contrib.)  that  the  brown  coal  beds  of  the  basin  in  which 
Gesterwitz  lies  has  afforded  the  palms  Flabellaria  latania  and  Phoenicites  Giebelianus,  and  per- 
haps others,  though  none  has  yet  been  reported  from  the  particular  bed  at  Gesterwitz. 


798.  OOPALITE.  Fossil  Copal,  Highgate  Resin,  Aikin,  Min.,  64,  1815.  Retinite  pt.  Glock.^ 
Min.,  372,  1831,  Eaid.,  Handb.,  574,  1845.  Fossil  Copal  J.  F.  W.  Johnston^  PhiL  Mag.,  III. 
xiv.  87,  1839.    Copaline  Hausm.^  Handb.,  1500,  1847. 

Like  the  resin  copal  in  hardness,  color,  lustre,  transparency,  and  difficult 
solubility  in  alcohol.  Color  clear  pale  yellow  to  dirty  gray  and  dirty 
brown.    Emits  a  resinous  aromatic  odor  when  broken. 

G.  =  1'010,  Johnston;  1-05,  Bastock  ;  1'053,  fr.  E.  Indies,  Kenngott. 

Comp.— Ratio  for  -G,  H,  0=40  :  64  :  l  =  Carbon  85-7,  hydrogen  11-4,  oxygen  2-9  =  100.  Anal- 
yses: 1,  2,  Johnston  (L  c);  3,  Duflos  (Min.  Unters.,  ii.  183): 

C            H  0  Ash 

1.  Yellow  trp.       85-677  11-476  2-847   =100  Johnston. 

2.  Gray              85-408  ]r787  2-6G9  0-136  =  100  Johnston. 
S.E.Indies         85-73  11-50  2*77   =  100  Duflos. 

Volatilizes  in  the  air  by  a  gentle  heat.  Burns  easily  with  a  yellow  flame  and  much  smoke,  and 
hardly  any  perceptible  asJi.    Slightly  acted  upon  by  alcohol. 

Kenngott's  mineral  closely  resembles  the  Highgate  copalite  in  its  honey-yellow  color,  and  its 
action  with  heat  and  alcohol. 

Obs. — From  the  blue  clay  (London  clay)  of  Highgate  HiU,  near  London,  from  whence  it  ia 
called  Highgate  resin.    It  occurs  in  irregular  pieces  of  a  pale  honey-yellow  color. 


740 


HTDEOCAEBON  COMPOUNDS. 


799.  SUCCINITE.  'H>eKTpov  Homer,  etc.  ?  Avy  vomv  Theophr.,  Demostr.  Kvyy„voiov  Dio&^.., 
etc.  Succinum,  Electrum,  Lyncurium,  Plin.,  xxxvii.  11,  12,  13.  Amber.  Succin,  Arabre,  Fr. 
Bernstein  Germ.    Succinite  pt.  Breith.,  Char.,  75,  1820,  140,  1823. 

In  iiTegular  masses,  without  cleavage. 

H.  =  2— 2'5.  G.  =  l*065— 1-081.  Lustre  resinous.  Color  yellow,  some- 
times reddish,  brownish,  and  whitish,  often  clouded.  Streak  white.  Trans- 
parent— translucent.  Tasteless.  Electric  on  friction.  Fuses  at  287°  C, 
but  without  becoming  a  flowing  liquid. 

Comp.— Ratio  for -G,  H,  0=40  :  64  :  4=Carboii  78-94,  hydrogen  lO'oS,  oxygen  10-53  =  100. 
Analysis  :  Schrotter  (Pogg.,  lix.  64) : 

C  78-824  H  10-228  0  10-9  =  100. 

But  amber  is  not  a  simple  resin.  According  to  Bcrzelius  (Lelirb..  viii.  431,  Pogg.,  xii.  419),  it 
consists  mainly  (8j  to  90  p.  c.)  of  a  rosin  whieli  resists  all  solvents  (properly  the  species  succiuite), 
along  with  two  other  resins  soluble  in  alcohol  and  ether,  an  oil,  and  2^  to  (5  p.  c.  of  succinic  acid. 
Schrotter  and  Forchhammor  state  that  after  removing  these  soluble  inuredieuts,  true  succinite 
has  the  ratio  -10  :  '.VI  :  4,  \vhieh  is  the  ratio  deduced  from  the  analyses  of  the  whole  mass,  and 
which  indicates  that  the  mixed  resins  are  polymerous  with  succinite.  Their  nature  has  not  been 
investigated.    Amber  is  hardly  acted  on  by  alcohol. 

Burns  readily  wth  a  yellow  flame,  emitting  an  agreeable  odor,  and  leaves  a  black,  shining,  car- 
bonaceous residue. 

Obs.— Amber  occurs  abundantly  on  the  Prussian  coast  of  the  Baltic;  occurring  from  Dantzig 
to  Memel,  especially  between  Pillau  and  Dorfe  Gross-Hubnicken.  It  occurs  also  on  the  coast  of 
Denmark  and  Sweden;  in  Galicia,  near  Lemberg,  and  at  Miszau;  in  Poland;  in  Moravia,  at 
Boskowitz.  etc.;  in  the  Urals,  Russia;  near  Christiania,  Norway;  in  ^Switzerland,  near  Bale;  in 
France,  near  Paris,  in  clay,  in  the  department  of  the  Lower  Alps,  "with  bituminous  coal,  also  in  the 
department  of  lAisne,  de  la  Loire,  du  Gard,  du  Bas-Rhin.  In  England,  near  London,  and  on  the 
coast  of  Xorfolk,  Essex,  and  Suffolk.  It  also  occurs  in  various  parts  of  Asia.  Also  near  Catania, 
on  the  Sicihau  coast,  sometimes  of  a  peculiar  blue  tinge. 

It  has  been  found  in  various  parts  of  the  Green  sand  formation  of  the  United  States,  either 
loosely  imbedded  in  the  soil,  or  engaged  in  marl  or  lignite,  as  at  Gay  Head  or  Martha's  Vine- 
yard, near  Trenton  and  also  at  Camden  in  New  Jersey,  and  at  Cape  Sable,  near  Magothy  river  in 
Maryland. 

In  the  royal  museum  at  Berlin  there  is  a  mass  weighing  18  lbs.  Another  in  the  kingdom  of 
Ava,  India,  is  nearly  as  large  as  a  child's  head,  and  weighs  2^  lbs. ;  it  is  intersected  by  veins  of 
carbonate  of  lime,  from  the  thickness  of  paper  to  one-twentieth  of  au  inch. 

It  is  now  fully  ascertained  that  amber  is  a  vegetable  resin  altered  by  fossilization.  This  is 
inferred  both  from  its  native  situation  with  coal,  or  fossil  wood,  and  from  the  occurrence  of 
insects  incased  in  it.  Of  these  insects,  some  appear  evidently  to  have  struggled  after  being 
entangled  in  the  then  viscous  fluid;  and  occasionally  a  leg  or  wing  is  found  some  distance  from 
the  body,  which  had  been  detached  in  the  effort  to  escape.  Goppert  has  shown  (Ber.  Ak.  Berlin, 
iNoH,  45<t,  Q.  J.  G.  Soc,  X.,  Am.  J.  Sci.,  II.  xviii.  287)  that  at  least  8  species  of  plants  besides  the 
Piniles  succinifer  have  afforded  this  fossilized  resin,  and  he  enumerates  163  species  as  represented 
by  remains  in  amber.  Besides  pines,  species  of  the  family  Ahittinece  and  Cupressinece  have  prob 
ably  contributed  to  it. 

Amber  was  early  known  to  the  ancients,  and  called  ti'Scktooi',  electrum,  whence,  on  account  ot 
its  electrical  susceptibilities,  we  have  derived  the  word  electricity.  It  was  named  by  some  lyncu- 
ruim,  though  this  name  was  applied  by  Theophrastus  also  to  a  stone,  probably  to  zircon  or  tour- 
maline, both  minerals  of  remarkaVjle  electrical  properties. 

Piiny  mentions,  as  one  proposed  derivation  of  electrum,  the  fable,  as  he  regards  it,  that  the 
sisters  of  Phaethon,  changed  into  poplars,  shed  their  tears  on  the  banks  of  the  Eridauus  (or 
Padus),  and  that  these  tears  were  called  electrum,  from  the  fact  that  the  sun  was  usually  called 
elector;  as  another,  that  it  comes  from  Eiectrides,  the  name  of  certain  islands  in  the  Adriatic;  or 
another  eiectrides,  the  name  of  certain  stones  in  Britannia,  from  which  it  exudes.  He  gives  it  as 
his  opinion  that  "  amber  is  an  exudation  from  trees  of  the  pine  family,  like  gum  from  the  cherry, 
and  resin  from  the  ordinary  pine ; "  and,  as  proof  that  it  was  once  liquid,  alludes  to  the  gnats, 
etc..  in  it.  lie  observes  that  it  had  been  long  called  succinum,  because  of  this  origin,  "quod 
arboris  succum  prisci  nostri  credidere."  He  says  that  in  his  time  it  was  "  in  request  among 
women  only."    Bui  '-it  had  been  so  highly  valued  as  an  object  of  luxury  that  a  very  diminutive 
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human  e(Bgy.  made  of  amber,  had  been  known  to  sell  at  a  higher  price  than  hving  men,  even  in 
stout  and  vigorous  health." 

7U9A.  Kraxtzite  iFossiles  Harz  (fr.  Xienburg),  Krautzir.  C.  Bergeraaan,  J.  pr.  Ch..  Ixxvi.  G5). 
Essentiahy  succinite.  Occurs  in  smaU  grains  and  masses  of  a  hght  yeUow  or  greenisli-yeUow 
color,  but  reddish  or  brownish  externally.  G-.  =  0  96b.  Rather  tender.  Sectile  and  somewh£> 
elastic.    The  exterior  has  G.=  rOU2. 

Coinp. — Analysis  by  Landolt  i^L  c.)  aflbrded: 

Carbon  79  25  Hydrogen  10-41  Oxygen  10-34=100. 

Corresponding  nearly  to  the  formula  €^io  O4. 

Only  4  p.  c.  soluble  in  alcohol,  and  6  p.  c.  in  ether ;  and  only  softens  in  turpentine.  In  sul- 
phuric acid  gives  a  brown  solution.  Fuses  at  225"  C,  and  becomes  perfectly  fluid  at  238' ;  and 
at  a  higher  temperature  yields  gas  and  products  of  distihation.  The  ether  solution  aflbrds  a 
brownish  amorphous  substance,  which  is  elastic  like  caoutchouc  at  12',  aud  fuses  at  15u'. 


800.  WALCHOWITE.    Bergpech  pt.  (fr.  Walchow)  Estner,  Min.,  ill,  Ite  Abth.,  114,  1800. 

Retmit  von  AValchow  Schrbtttr,  lix.  37,  1843.  Walchowit  Haid.,  Ueb.,  1843,  99,  Handb.,  574, 
1845. 

In  yellow  translucent  masses,  often  striped  with  browu.  Lustre  resin- 
ous.   Fracture  conchoidal.    Translucent  to  opaque. 

H.  =  i-5  — 2.    G.  =  l-U  — 1-069  ;  an  opaque  variety  I'OSo. 

Comp.— Ratio  for  e,  H,  0=40  :  64  :  8i.  Schrotter  (Pogg.,  hx.  61)=80-41  C,  10-66  H,  8-93  0. 
Fuses  to  a  yellow  oil  at  250°  C..  and  burns  readily ;  becomes  transparent  and  elastic  at  140'  C. 
But  it  is  a  mixture,  as  alcohol  takes  up  1-5  p.  c,  and  ether  7-5  p.  c. ;  the  ?'jwok6fe  part  may  be 
identical  witli  the  preceding.    Forms  a  dark  brown  solution  in  sulphuric  acid. 

Obs. — Occurs  in  brown  coal  at  Walchow,  in  Moravia,  and  formerly  called  Retinite. 

Estner  also  mentions  a  honey-yellow  resin  from  Uttigshof  in  Moravia  (called  Bernstein  in  the 
Abh.  bdhm.  Ges.,  iii.  8),  and  another  of  a  similar  color,  but  a  little  greenish,  from  Litezko  in 
Moravia. 

801.  BucARAMAXGiTE.  Resine  de  Bucaramanga  Boussingault,  Ann.  Ch.  Phys.,  III.  vi.  507,  1S42. 
Resembles  amber  in  its  pale  yeUow  color.    G.  above  1. 

Com/).— Ratio  for  -G,  H,  0=42  :  66  :  2^=Carbon  82-7,  hydrogen  10*8,  oxygen  6  5=100. 
Insoluble  in  alcohol    In  ether  softens  and  becomes  opaque.    Fuses  easily,  and  burns  with  a 
little  smoky  flame,  leaving  no  residue.    Yields  no  succinic  acid. 

802.  AMBRITE.    Ambrit  (fr.  X.  Zealand)  Eochstetter,  v.  Bauer,  Yerh.  G.  Reichs.,  Wien, 

1861,  4. 

Amorphous.    In  lai'ge  masses. 

H.  =  2.  G.^  1-031.  Lustre  greasy.  Color  yellowish-gray.  Subtrans- 
pareut.    Strong  electric  on  friction.    Fractm'e  conchoidal. 

Comp.,  etc. — Ratio  deduced  for  -G,  H,  0=40  :  66  :  5=Carbon  76-88,  hydrogen  10-54,  oxy- 
gen 12-77.  Von  Hauer  makes  the  ratio  32  :  26  :  4,  which  is  not  nearer  the  analysis  than  the 
above.    Analysis  :  R.  Maly  (L  c.) : 

C  H  0  Ash 

(^)  76-53  10-58  12-70  0  19 

Wholly  insoluble  in  alcohol,  ether,  oil  of  turpentine,  benzole,  chloroform,  and  dilute  acid. 
Burns  with  yeUow  smoking  flame.    The  ash  contains  iron,  hme.  and  soda. 

Obs. — Occurs  in  masses  as  large  as  the  head  in  the  province  of  Auckland.  N.  Zealand.  It 
much  resembles  the  resin  of  the  Larronara  Ausiralis,  which  abounds  on  the  island,  and  is  ofteis 
exported  with  it 
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803.  BATHVILLITE.    Bathvillite  C.  Gr.  WMiams,  Ch.  News,  vii.  133,  1863.    Torbanite  pt 

Ainorplious.  Dull,  and  of  a  fawn-brown  color,  looking  somewhat  like 
wood  in  the  last  stage  of  decay.  Opaque. 

G.,  after  removing  air  of  pores  by  air-pump,  about  1*01.  Yery  friable, 
but  this  characteristic  may  not  be  essential  to  the  species.  Insoluble  in 
benzole.  Torbanite  has  H.  =  2-25  ;  G.^l'lS,  Heddle  ;  color  clove-brown ; 
powder  yellowish  ;  tough. 

Comp. — Eatio  for  -G,  H,  O,  from  the  analyses,  40  :  68  :  4,  or  near  that  of  succinite,  =  Carbon 
78-48,  hydrogen  U'll,  oxygen  10-46  =  100.  The  ratio  40  :  66  :  4  is  less  near,  giving  the  percent- 
age C  78  7,  H  10-5,  0  10-8  =  100.  Analyses  :  1.  Williams  (1.  c);  lA,  same  with  ash  excluded;  2, 
MiUer ;  2 A,  same  with  ash  excluded  : 


0 

H 

0 

Ash 

1.  Bathvillite 

58-89 

8-56 

123 

25-32 

=  100. 

lA.  " 

78-86 

11-46 

9-68 

=  100. 

2.  Torbanite 

63-10 

8-91 

8-21 

19-78 

=100. 

2A.  " 

78-67 

11-11 

10-22 

=  100. 

Williams  refers  here  the  torbanite  analyzed  by  Miller.  Other  analyses  of  torbanite  give  less 
oxygen.  The  oxygen  includes  a  little  nitrogen  and  sulphur.  Williams  makes  the  formula  -830, 
H5o03  =  Carbon  78-60,  hydrogen  10*92,  oxygen  10-48,  agreeing  hardly  as  well  with  the  analyses 
as  the  above. 

Does  not  melt  when  heated.  In  a  platinum  crucible  affords  a  fatty  odor,  and  burns  with  a 
dense  smoky  flame.  No  action  -with  moderately  dilute  nitric  acid ;  completely  carbonized  by  con- 
centrated sulphuric  acid. 

Obs. — Bathvillite  occurs  in  the  torbanite  or  Boghead  coal  (of  the  Carboniferous  formation), 
adjoining  the  lands  of  Torbaneliill,  in  the  grounds  of  Bath-voile,  Scotland,  It  forms  lumps  which 
fill  cavities  in  the  torbanite.  Other  ca-vities  are  occupied  by  calcite,  pyrite,  etc.  It  may  be  an 
altered  lump  of  resin ;  or  else  material  which  has  filtrated  into  the  cavity  from  the  surrounding 
torbanite. 

The  analysis  of  MiUer  shows  that  some  of  the  torbanite  has  the  same  composition.  As  proof 
of  the  absolute  purity  of  the  substances  analyzed  could  not  be  had,  the  results  are  open  to  some 
doubt,  as  W^iUiams  observes.  Yet  the  mode  of  occurrence  of  the  bathvillite,  and  the  nearness  in 
composition  of  this  insoluble  substance  to  the  equally  insoluble  succinite,  favors  the  view  that  it 
is  essentially  a  good  species,  and  that  its  composition  is  not  far  from  that  above  given. 

804,  Torbanite.  Torbanite,  although  related  to  cannel  coal,  has  a  very  nearly  uniform  com- 
position, according  to  aU  analyses  thus  far  made,  excepting  that  of  Miller,  and  this  composition  is 
like  that  of  bathvilhte,  excepting  less  oxygen.  It  corresponds  very  nearly  with  the  formula  -640 
Her  02-25=Carbon  82*19,  hydrogen  11  64,  oxygen  6-17.  The  mean  of  five  analyses  (see  p.  757) 
is,  Carbon  81-15,  hydrogen  11*48,  \\ith  oxygen  about  6*0,  nitrogen  1*37  =  100  ;  excluding  the  nitro- 
gen. C  82-28,  H  11-54,  0  6-08  =  100.  Taking  the  oxygen  at  5*4ii  instead  of  b*0  (see  anal,  1.  c), 
the  formula  would  become  -640  Hbs  02.  The  nitrogen  is  \\nthout  doubt  in  combination  -with  por- 
tions of  the  other  ingredients.  But,  allowing  for  this,  the  close  relation  to  the  amber  gToup  still 
holds,  both  as  regards  composition  and  insolubihty.  Less  than  Hp.  c.  of  torbanite  is  soluble  in 
naphtha  (Fyfe).  Although  the  above  formula  cannot  be  taken  as  the  formula  of  the  species  at 
the  basis  torbanite,  it  is  probably  not  far  from  it.    Torbanite  may  contain  bathvillite  as  mixture 

805.  XYLORETINITE.    Xyloretin  Forchhammer,  J.  pr.  Ch.,  xx.  459,  1840.    Hartin  Schrdtter 
Pogg.,  liv.  45,  1843.    Psathyrit  Glocker,  Syn.,  8,  1847. 

Massive,  but  crystallizes  from  a  naphtha  solution  in  needles  of  the  ortho- 
rhombic  system. 

G.  =  1'115,  hartine.  Color  white.  Pulverizes  in  the  fingers.  Without 
taste  or  smell.    Soluble  in  ether. 

Comp.,  etc.— Ratio  for  -8,  H,  0.-40  :  64  :  4=Carbon  78-51,  hydi'ogen  9*05,  oxygon  12*44: 
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C'^H"  0*,  deduced  by  Sclirotter,  corresponds  better  with  the  analyses.  Analyses  :  1-3,  Sc  hi  otter 
(L  c);  4,  5,  Forchhammer  (1.  c.) ; 

Fusing  T. 
210'  C. 


165=  C. 


C 

H 

0 

1. 

Eartine 

78-26 

10-92 

10-82  =  100. 

2. 

(( 

78-46 

1100 

I(c54=ln0. 

3. 

11 

78  38 

10\^5 

10-t.2  =  10<i. 

4. 

Xyloretinite 

79-09 

10-93 

9-'/8  =  l(^0. 

5. 

78-57 

10-81 

10-62=100. 

The  hartine  is  a  white  resin  separated  by  ether  from  a  resin  obtained  from  the  brown  coal 
of  Oberhart.  Xo.  1  is  hartine  as  separated  in  an  amorphous  condition  by  means  of  naphtha  ;  and 
2,  3,  crystaUized  from  an  ether  solution.  (Besides  the  hartine.  two  amorphous  brown  resins  were 
also  obtained  from  the  solution.)  Xyloretinite  was  derived  by  Forchliammer  through  the  action 
of  alcohol  on  fossil  pine-wood  from  the  marshes  of  Holtegaard  in  Denmark. 


806.  LEUCOPETRITE.    Leucopetrin  L.  Bruckner,  J.  pr.  Ch.,  Ivil  1,  1852,  m  art.  entitled 
Ueber  einige  eigenthiimhche  wachshaltige  Braunkohlen. 

Between  a  resin  and  wax  in  cliaracters.  Crystallizable  in  needles  from 
solution. 

Color  of  crystals  white.  Melting  point  above  100°  C.  ;  and  after  fusion 
brown  and  partly  decomposed,  and  hence  the  exact  melting  point  not  easily 
determinable.  Soluble  in  ether;  also  1  part  in  26S  of  boiling  absolute 
alcohol ;  but  not  at  all  in  alcohol  of  SO  p.  c. 

Comp. — -GooHgiOg,  Briickner,  =  Carbon  81-97,  hydrogen  11-47,  oxygen  6  56  =  100;  very  nearly 
64.,  HsT  0.2-4.    Xot  at  aU  acted  upon  by  a  hot  solution  of  potash,  or  cold  nitric  acid. 

Obs. — From  a  layer  ^-2  ft.  thick,  in  an  earthy  yellovjish-hroion  brown  coal  at  G-esterwitz,  near 
Weissenfels.  The  material  of  the  laj'er  is  of  loam-like  aspect,  but  gives  a  shining  wux-l ike  streak, 
has  G.  =  1-297,  Wackeiiroder.  and  loses  22  p.  c.  of  water  at  loO'  C.  The  dried  mass  is  nearly 
half  sand  and  other  earthy  materials.  The  leucopetrite  is  associated  in  the  coaly  layer,  according 
to  Briickner,  with  other  organic  compotmds,  soluble  in  alcohol  of  80  p.  c,  including  two  resins, 
two  wax-hke  substances  (p.  738,,  and  an  acid  which  Briickner  calls  Georetinic  acid  (p.  748).  By  a 
distiUation  of  the  mass  of  the  brown  coal,  28  p.  c  of  the  whole  passes  over  as  a  butter-like  mass, 
which  is  related  to  the  paraffins,  but,  according  to  Briickner,  contains  2  p  c.  of  oxygen.  It 
aftbrded  (f  )  Carbon  84-04,  "hydrogen  14-10,  oxygen  [1-86],  and  he  writes  the  formula -655  Hi  10  O. 
It  is  soluble  easily  in  hot  absolute  alcohol  and  ether,  and  very  sparingly  in  alcohol  of  80  p.  c.  ; 
crystals  in  pearly  hexagonal  plates  from  the  alcohohc  solution;  melts  at  50'  C. 

Named  after  the  locality,  Weissenfels  (=wliite  rock),  from  Aeukoj,  white^  and  -£-oof,  rock. 


807.  EUOSMITE.    Erdharz,  Kampferharz,  Euosmit,  C.  TT.  auniM,  Jahrb.  iiin.  1861,  10. 

Amorphous,  in  masses  of  a  brownish-yellow  color,  or  like  that  of  cherry 
gum,  and  looking  like  common  pitch. 

H.  =  1'5.  G.==l-2  — 1*5.  Brittle.  In  thin  pieces  transparent.  Fracture 
conchoidal.  Strongly  electric  on  friction.  Has  an  odor  between  that  of 
rosin  and  camphor.  Dissolves  easily  in  cold  alcohol  or  ether,  and  hot  oil 
of  turpentine. 

Comp.,  etc.— Ratio  of  e,  H,  0=34  :  29  :  2=40  :  68  :  2|-=50  :  8.5  :  2ii^=Carbon  81-89.  hydro- 
gen ll'7o,  oxygen  6*38=100.  Afforded  0-84  of  ash.  The  ratio  is  abnost  identical  with  that  of 
leucopetrite.  Melts  at  77^  C,  and  burns  vrith  a  bright  flame  and  very  aromatic  odor.  Solutions 
of  the  alkalies  dissolve  only  a  Httle  of  it.  after  long  action. 

Obs. — From  clefts,  in  brown  coal,  at  Baiershof,  near  Thumsenreuth,  in  the  Fichtelgebirge,  and 
derived  probably  from  a  kind  of  Conifer,  and  one  resembling  the  Gupressinoxylon  suoequa/t 
Goppert. 
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808.  SCLERETINITE.    J.  W.  Mallet,  PliH.  Mag.,  IV.  4,  261,  1852. 

In  small  drops  or  tears,  from  the  size  of  a  pea  to  that  of  a  hazel-nut. 

H.  =  3.  G.  =  1'136.  Translucent  in  thin  splinters.  Color  black,  but  by 
transmitted  light  reddish-brown  ;  streak  cinnamon-brown.  Liistre  betw'een 
vitreous  and  resinous,  rather  brilliant.  Brittle ;  fracture  conchoidal.  In- 
soluble in  alcohol,  ether,  alkalies,  and  dilute  acids. 

Comp. — Analyses  by  J.  W.  Mallet  (1.  c.) : 

C  H  0  Ash 

1.  76-74       8-86       10-72  3-68 

2.  77-15       9-05       10-12  3-68 

AfiFords  the  ratio  for  ^,  H,  0=40  :  56  :  4=Carbon  77-05,  hydrogen  8  99,  oxygen  10-28,  ash 
3-68. 

Heated  on  platinum  foil  it  swells  up,  burns  like  pitch,  with  a  disagreeable  empyreumatic  smell, 
and  a  smoky  flame,  leaving  a  coal  rather  difficult  to  burn,  and  finally  a  httle  gray  ash.  In  a  glass 
tube  yields  a  yeUo\\ish-brown  oily  product  of  a  nauseous  empyreumatic  odor.  Even  strong  nitric 
acid  acts  slowly  upon  it. 

From  the  coal  measures  of  Wigan,  England. 

809.  PYRORETINITE.    Part  of  Pyroretin  of  ^.  K  Eeuss,  Ber.  Ak.  Wien,  xii.  551,  1854,  J. 
pr.  Ch.,  Ixih.  155 ;  J.  Stanek,  ib.    Pyroretinite  Dana. 

Kesin-like.  Deposited  in  powder  from  a  hot  alcoholic  solution  of  pyro- 
retin as  it  cools. 

Comp.— Ratio  of  -G,  H,  0=40  :  56  :  4=Carbon  80-00,  hydrogen  9-33,  oxygen  10-67  =  100. 
Analysis :  Stanek  (L  c.) : 

C  80-02  H9-42  O[10  56]  =  100. 

Approaches,  as  Stanek  states,  the  beta-resin  of  the  resin  of  Pimis  abies  (Johnston^  =O40  Hsg  O5, 
and  also  copaivic  acid  (fr.  copaiba  balsam)  O40  Heo  O4,  and  other  related  compounds,  showing 
that  it  is  probably  from  coniferous  trees. 

Obs. — Pyroretin  of  Reuss,  the  resin  which  affords  the  above,  occurs  in  the  brown  coal,  between 
Salesl  and  Proboscht,  near  Aussig  in  Bohemia.  It  occurs  in  masses  Irom  the  size  of  a  nut  to 
that  of  a  man's  head,  and  also  iu  plates  an  inch  thick.  It  is  brittle ;  of  brownish-black  color ; 
greasy-resinous  lustre;  wood-brown  powder;  II.  =  2-5;  G.  =  r05  — ri8;  and  resembles  much 
brown  coal.  It  burns  with  a  reddish-yeUow  flame,  and  a  strong  odor  like  that  of  burning  amber, 
and  leaves  a  black  coal.  It  melts  easQy,  decomposing  and  giving  off  white  fumes,  and  leaves  an 
asphalt-like  mass.  Reuss  states  evidence  showing  that  it  has  probably  been  formed  by  the  action 
of  the  heat  of  a  basaltic  dike  on  a  bed  of  brown  coal. 

810.  Retjssixite.  Part  of  Pyroretin  of  A.  E.  Reuss.  Resin-like.  Color  fine  reddish-brown. 
Soluble  in  boiling  alcohol  and  iu  ether,  and  not  deposited  from  the  alcoholic  solution  on  its  cooling. 
Stanek  d.  c.)  found  for  the  composition  of  the  resin  thus  obtained,  C  81-09,  H  9'47,  0  9'44=100; 
corresponding  to  O40  H56  O3.5 ;  and  he  regards  the  substance  as  a  mixture  of  the  above  pyrore- 
tiniie,  O40  H56  O4,  with  another  resin  (here  designated  reussinite)  of  the  formula  O40  H56  O3. 

811.  ROCHLEDERITE.  Part  o/Subsianz  Bitummose  BocMeder,  Ber.  Ak.  Wien,  vi.  53,  1851  ; 
=  Melauchym  Raid.,  Lotos,  i.  85,  216,  vi.  86,  viii..  Heft  3;  Kenng.,  Ueb.  1850,  147,  1853,  134. 
Rochlederite  Dana. 

Eesin-like.  Color  reddish -brown.  Transparent  or  translucent.  Melting 
point  100°  C.    Soluble  in  alcohol. 

Comp.— Ratio  of  O,  11,  0=40  :  56  :  6.    Analysis:  Rochleder  (1.  c): 
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0  76-79  11  9-06  0  14- 15:=  100. 

Burns  with  a  yellow  smoking  flame,  something  like  amber. 

Obs. — The  part  soluble  in  alcohol  of  a  bituminous  substance  called  melanchyme  by  Ilaidinger, 
and  found  in  masses  as  large  as  the  head  in  the  brown  eoal  of  Zweifelsreuth,  near  Neukirchcn  in 
Eger,  Bohemia.  A  similar  substance,  of  somewhat  lighter  color,  occurs  at  Cehnitz,  near  IStrakouitz, 
\n  Bohemia. 

The  rest  of  the  substance  insoluble  in  alcohol  is  the  species  melanelhte,  p.  7  50. 

812.  SCHLANITE.    Part  of  Anthracoxen  of  Reuss  (see  p.  746).    Schlanite  Dana. 

A  dark  or  light  brown  powder,  obtained  through  solution  by  ether  from 
anthracoxene. 

Comp.— Ratio  for  H,  0=40  :  52  :  3i=:Carbon  81-63,  hydrogen  8-85,  oxygen  9-52=100. 
Analysis:  Laurenz  (1.  c,  p.  746): 

(I)  C  81-47  H  8-71  0  9-82  =  100. 

This  resin  oxydizes  slowly  when  wet  and  exposed  to  the  air. 

Obs. — For  locahty  and  description  of  the  material  aflbrding  the  schlanite,  see  p.  746. 

813.  GUYAQUILLITE.    Johnston,  Phil.  Mag.,  xiii.  329,  1838. 
Amorphous.    In  large  masses  or  layers. 

Yields  easily  to  the  knife,  and  may  be  rubbed  to  powder.  G.=:l*092. 
Color  pale  yellow.  Lustre  not  resinous,  or  imperfectly  so.  Slightly  soluble 
in  water,  and  largely  in  alcohol,  forming  a  yellow  solution,  which  is  in- 
tensely bitter. 

Comp.,  etc.— Ratio  for  6,  H,  0=40  :  52  :  6  =  Carbon  76-665,  hydrogen  8-174,  oxygen  15-161 
=  100,  Johnston.  Begins  to  melt  at  H9^°  C,  but  does  not  flow  easily  till  near  10o°  C.  As  it 
cools  becomes  viscid,  and  may  be  drawn  into  fine  tenacious  threads.  Soluble  in  cold  sulphuric 
acid,  forming  a  dark  reddish-brown  solution.  A  few  drops  of  ammonia  put  into  the  alcoholic 
solution  darken  the  color,  and  finally  change  it  to  a  dark  brownish-red. 

It  is  said  to  form  an  extensive  deposit  near  Guyaquil  in  South  America.  Evidently  a  mix- 
ture. 

814.  MIDDLETONITE.    J.  F.  W.  Johnston,  Phil.  Mag.,  III.  xii.  261,  1838. 

In  rounded  masses,  seldom  larger  than  a  pea,  or  in  layers  a  sixteenth  of 
an  inch  or  less  in  thickness,  between  layers  of  coal. 

Brittle.  G.  =  1'6.  Lustre  resinous.  Color  reddish-brown  by  reflected 
light,  and  deep  red  by  transmitted ;  pow^der  light  brown.  Transparent  in 
small  fragments.  No  taste  or  smell.  Blackens  on  exposure.  Only  a  trace 
dissolved  by  boiling  alcohol,  ether,  or  oil  of  turpentine.  Kot  altered  at 
210°  C. 

Comp,,  etc. — Ratio  for-G,  H,  0  =  40  :  44  :  2,  Johnston,  =  Carbon  86-33,  hydrogen  7-92,  oxygen 
5-75  =  100.    Johnston  obtained  {'\)  Carbon  S6'21,  hydrogen  8-03,  oxygen  5-76=100. 

On  a  red  cinder  burns  like  resin.  Softens  and  melts  in  boiling  nitric  acid,  with  the  emission 
of  red  fumes;  a  brov/n  tiocky  precipitate  faUs  on  cooling.  Soluble  iu  cold  concentrated  sul- 
phuric acid. 

Obs. — Occurs  between  layers  of  coal  about  the  middle  of  the  Main  coal  or  Haigh  ^toor  seam, 
at  the  Middleton  colheries.  near  Leeds,  in  thin  layers  and  masses,  rarely  thicker  than  -f-^  in.,  and 
Utile  rounded  masses  seldom  larger  than  a  pea ;  also  at  Newcastle. 

815.  STANEKITE.    Part  of  Pyroretin  of  A.  E.  Reuss,  Ber.  Ak.  Wien,  xii.  551,  1^54,  J.  pr. 
Ch.,  Ixiii.  155;  J.  Stanek,  ib.   Stanekite  Dana. 

Kesin-like.    ]^ot  soluble  in  any  fluid  without  decomposition,  and  not  at 
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all  in  a  solution  of  potasli.  Separated  from  the  pjroretiu  of  Reuss  hy 
l>oiling  alcohol,  which  leaves  it  behind. 

Coaip.— Ratio  of  e,  H,  0  =  39  :  44  :  6,  Stanek,  =  Carbon  76-97,  hydrogen  7-24,  oxygen  15-79 
=  100.  Perhaps  t:,  H,  t>=40  :  44  :  6  =  Carbou  77*42,  hydrogen  7-09.  oxygen  15-48  =  lu0.  Anal- 
ysis :  Stunek  [I.  c  ) : 

(I)  C7G71  H  7-30  0  15-99  =  100. 

Wlien  heated  <iives  off  the  odor  of  succinic  acid. 

Obs. — For  loeaUty  and  characters  of  the  pyroretin  of  Reuss,  afibrding  the  above,  see  p.  744. 

816.  ANTHRACOXENITE.    Part  of  Anthracoxen  (fr.  Brandeisl)  Beuss,  T.  Laurenz,  Ber.  Ak. 
Wieu,  xxi.  271,  IfcoG,  J.  pr.  Ch.,  Ixix.  428,  1856.    Anthracoxenite  Dana. 

Obtahied  as  a  black  powder  from  a  resin,  by  separating  the  remainder 
by  means  of  ether,  the  anthracoxenite  being  insoluble  in  ether. 

Oomp. — Ratio  of  €,  H,  0=40  :  38  :  7^.    Analysis  :  Laurenz  (1.  c.) : 

(I)  C  75-274  H  6-187  0  18-539. 

11  p,  c.  of  ash  were  separated.    Not  soluble  in  menstrua  without  decomposition. 

Obs. — From  a  resin-like  material,  constituting  layers  2^  in.  thick  between  layers  of  coal,  in  the 
coal  beds  of  Brandeisl  near  Schlan  in  Bohemia;  the  mass  is  amorphous,  and  has  H.  =  2-o; 
G.  =  l  181  ;  lustre  externally  weak  adamantine;  color  brownish-black,  hyaciutb-red  in  thin 
splinters  by  transmitted  light ;  streak  dull,  yellowish-brown ;  fracture  small-couchoidal ;  easily 
rubbed  to  a  fine  powder ;  fuses  easily ;  burns  with  a  yeUow  smoking  flame,  and  an  odor  not 
disagreeable.  This  substance  was  named  anihracoxene  by  Reuss.  The  name  is  here  appropriated 
to  the  part  insoluble  in  etlier.    The  soluble  part  is  named  schlanite  (p.  745 ). 


817.  TASMANITE.    Resiniferous  Shale  (fr.  Tasmania),  Catal.  Tnternat.  Exhib.,  1862.  Tas- 

manite  A.  H.  Church,  PhU.  Mag.,  IV.  xxviii.  465,  1864. 

In  disks  or  scales  thickly  disseminated  through  a  laminated  shale ;  ave- 
rage diameter  of  scales  about  "03  in. 

H.  =  2.  G.  =  1*1S.  Lu.stre  resinous.  Color  reddish-brown.  Translu- 
cent. Fracture  conclioidal.  Xot  dissolved  at  all  by  alcohol,  ether,  benzole, 
turpentine,  or  bisulphid  of  carbon,  even  when  heated. 

Comp.,  etc. — Xo  action  with  muriatic  acid.  Slowly  oxydized  by  nitric.  Readily  carbonized 
by  sulphuric  acid,  \vith  evolution  of  sulphuretted  hydrogen.  Alkalies  in  solution  without  action. 
Burns  readily  with  a  smoky  flame  and  offensive  odor ;  fuses  partially,  yielding  oily  and  solid  pro- 
ducts, having  a  disagreeable  smell.  Ratio  of  H,  O,  S=40  :  62  :  2  :  l  =  Carbon  79-21,  hydrogen 
10-23,  sulphur  5-28,  oxygen  5  28=100,  corresponding  nearly  to  succiuite,  in  which  part  of  tie 
oxygen  is  replaced  by  sulphur.    Analysis:  Church  (L  c),  after  rejecting  8*  14  p.  c.  of  ash: 

C  79-34  H  10-41  S  5-32  0  4  93 

Obs. — From  the  river  Mersey,  north  side  of  Tasmania.    The  rook  is  called  comhust'tle  shale. 

A  caking  bituminous  coal  from  Xew  Zealand,  analyzed  by  C.  Tookey  in  the  laboratory  of  Prof. 
Percy  (see  anal.  18,  p.  757),  contained  2-37  p.  c.  of  sulphur  and  no  iron,  the  ash  beiug  peculiarly 
white;  and  Percy  remarks  (Met.,  101,  102)  that  the  sulphur  may  have  been  preseut  in  a  state 
similar  to  that  in  tibrine.  The  existence  of  a  sulphur-bearing  resin  hke  the  above  from  Tasmania 
renders  it  probable  that  the  Xew  Zealand  coal  is  impregnated  with  a  similar  insoluble  resin ;  2-.. 7 
p  c.  of  sulphur  would  correspond  to  the  presence  of  about  44  p.  c.  of  such  a  resin. 

818.  DYSODILE.  (fr.  Melili,  Sicily)  Paulo  Boccone,  Recherches  et  Obs.  Nouv.,  etc.,  Amsterd., 
1674.  Dysodile  Cordier,  J.  d.  M.,  xxiii.  275,  1808.  Merda  di  Diavolo  Ital.  Stinkkohle  GtruK 
HouUle  papyracee,  Tourbe  papyracee,  Fr. 
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In  very  tiiin  leaves  or  folia,  flexible,  sli*j,litly  elastic. 

G.  =  l"ltl:— 1*25.    Color  yellow  or  greeuisli-gray.    Streak  sliiuing. 

Comp.,  etc. — A'erv  iufiammable.  burning  vrith  a  bright  flame  and  an  odor  like  that  of  asafcetida, 
leaving  an  ash  in  the  form  of  laminae,  consisting  largely,  as  shown  by  Ehrenberg,  of  the  siliceous 
shelis  of  infusoria,  especially  of  Xavlculte.  Delesse  found  (These  anal.  Chim.,  1,  l6i'd)  a  variety 
from  Lrhmbach,  near  Glessen,  to  afl'ord  water  and  volatile  matters  491,  carbon  5  5,  ash  4:5"4  ;  of 
the  last.  IT  -i  were  soluble  silica,  11 -0  sesquioxyd  of  iron,  and  10-0  clay.  Very  probably  nea I 
tasmanite,  as  Church  suggests. 

Obs. — Originally  from  Meiili.  Sicily,  forming  a  coaly  deposit,  made  up  of  very  thin  paper-like 
leaves,  which  had  evidently  been  deri\  ed  from  the  joint  decomposition  and  alteration  of  vegetable 
and  animal  matter.  Reported  also  from  the  lignite  deposits  of  Westerwald  near  Roll ;  of  Sieg- 
berg  to  the  north  of  Sept  Montagues;  of  Saint  Armand  in  Auvergue ;  Glimbach  near  Gicsseu; 
but  the  real  nature  of  none  of  these  substances  has  been  investigated. 

819.  HfRCITE.    Hireine  Piddington^  Arch.  Pharm.,  Ixxiv.  318,  Kenng.  Ueb.,  1S53,  134. 

Amorphous. 

G.  =  l-10.  Color  exteriorly  brown,  within  yellowish-bruwn.  Subtrans- 
liK-ent  to  opaque.  Fracture  conchoidal.  Softens  in  boiling  water,  and 
then  has  the  odor  of  a  resin.  In  cold  alcohol  a  little  soluble ;  in  boiling 
about  one-half,  and  the  solution,  which  is  gold-yellow,  alibrds  white  flocks 
on  coolino-. 

o 

Pyr.,  etc. — In  the  flame  of  a  candle  fuses  and  burns  with  a  yellowish  flame,  hke  a  bituminous 
coal,  and  leaves  a  tough  coaly  globule  of  a  peculiarly  strong  animal  odor  (whence  the  name,  from 
hircus.  a  goat).  After  complete  combustion,  leaves  an  ash.  In  sulphuric  acid  soluble,  and  color 
of  solution  blood-red. 

S20.  BAiKEErsTTE.  Part  of  Baikerit.  Dickflussiges  Harz,  Htnnann  (see  p.  733).  A  thick  tar- 
Uke  fluid  at  15'  C,  and  a  crystaUine  granular  deposit  in  a  viscid  honey -like  mass  at  10'  C.  Color 
brown.  Translucent.  Odor  balsamic.  Taste  like  that  of  wood-tar.  Easily  and  perfectly  soluble 
in  alcohol  and  ether.    The  alcoholic  solution  becomes  milky  when  diluted  with  water. 

Constitutes  32*61  p.  c.  of  the  baikerite.    Xo  analysis  yei  made. 

820A.  DOPPLERITE  of  J!  C.  Beicl-e,  B.  H.  Ztg.,  xvu.  383.  'Xot  Dopplerite  according  to  Kenng., 
Ueb.  1S5S,  141.)  Grayish,  earthy,  plastic  in  the  lingers  when  fresh;  becoming  dark  reddish- 
brown  to  black  on  drying. 

Yields  after  drving,  combustible  substance  S3*25.  water  12-5,  ash  4'25.  Burns  with  a  bright 
flame  and  intense  heat,  and  diliers  from  dopplerite  in  this  respect,  and  also  in  containing  much 
less  water. 

From  a  peat  bed  at  Finkenbach  in  the  Canton  of  St.  Gall,  Switzerland- 
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821.  BUTYRELLITE.  Bog  Butter  Williamson,  Ann.  Ch.  Pharm.,  liv.  125,  1845.  Butyrit 
Glocker,  Syn.,  9,  1847.  Butyro-limnodic  Acid  Brazier^  Chem.  Gaz.,  1852,  375.  ButyreUite 
Dana. 

Crystallizable  in  needles.  Butter  like  in  consistence.  Color  white. 
Melting  point  of  impure  native  material  47^,  Brazier  ;  but  of  material  after 
solution  in  alcohol  51°,  Luck;  52"  — 52'7°,  Brazier.  Easily  soluble  in 
alcohol  or  ether. 

Comp  — 6s;  Hgi  Oi,  Braziers  Carbon  75-0,  hydrogen  12*5,  oxygen  12-5  =  100,  and  like  palmitic 
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acid  in  ratio.  Williamson  gives  the  less  probable  formula  -633  H66O4.  The  following  are  Wil- 
liamson's analyses  (1  c.):  Xos.  1,  2,  were  the  uncrystallized  butyrite;  3,  that  obtained  by  com- 
bination with  potash  (with  which  it  forms  a  kind  of  soap)  and  a  separation  afterward  by  acid: 

C  H  0 

1.  Uncrystallized  73-78  12-50  13-72  =  100. 

2.  "  73-89  ]2-o7  13-74=il00. 

3.  From  potash  solution         75-05  12-56  12-39  =  100. 

Obs. — From  the  peat-bogs  of  Ireland. 

The  name  butyrite  being  used  in  chemistry  for  another  substance,  it  is  here  changed  to  the 
form  above. 

822.  GEOCERELLITE.     Geoceriusaure  Bruckner,  J.  pr.  Ch.,  Ivii.  10,  1852.    Geoceric  Acid. 

Geocerellite  Dana. 

Color  white.  Brittle,  and  easily  pulverized.  Iso  crystallization  observed. 
Soluble  freely  in  hot  alcohol,  and  deposited  from  the  sokition  as  a  jelly  on 
cooling,  with  nothing  crystalline  under  the  microscope.  Melting  point  82°  C. 

Comp. — -628  H56O4,  Briickner;  =  Carbon  79-24,  hydrogen  13-21,  oxygen  7-55  =  100.  Analysis  : 
Briickner  (1.  c.) : 

(f)  Carbon  78-61       Hydrogen  12-70       Oxygen  18-69=100. 

The  acid  was  separated  by  combination  with  lead  by  action  with  a  hot  solution  of  acetate  of 
lead. 

Obs. — Separated  from  the  dark  brown  brown  coal  of  Gesterwitz.    See  Geocerite,  p.  738. 

823.  BRXiCKNERELLITE.    Georetinsaure  Briickner,  J.  pr.  Ch.,  Ivii.  5,  1852.  Georetinic 

Acid.    Briicknerellite  Dana. 

Crystallizable  in  white  needles  from  an  alcoholic  solution.  Dissolves 
easily  in  boiling  alcohol ;  and,  if  the  solution  is  a  concentrated  one,  crystal- 
lizes out  more  or  less  completely  on  cooling. 

Comp.— G24  H44  Og,  Briickner,  =  Carbon  62  61,  hydrogen  9-56,  oxygen  27-83  =  100.  The  lead 
salt  afforded  Carbon  43-30,  hydrogen  6-59,  oxyd  of  lead  34-58,  oxygen  [15'47]  =  100. 

Obs. — Separated  from  the  yellowish-brown  brown  coal  of  Gesterwitz.  See  Leucopeteite,  p. 
743. 

824.  SUCOINELLITE.  [Succiuum]  vertitur  [by  distillation]  partim  in  oleum  sui  coloris, 
partim  denique  in  candidum  quiddam  et  tenue  quod  sunilitudinem  quandam  gerit  speciemque 
sahs,  Agric,  Nat.  Foss.,  233,  1546.  Flos  Succmi  Libav.,  Alchem.  Tract.,  399,  1597.  Succinic 
Acid.    SuccineUite  Dana. 

Orthorhombic.  I A  7=120°  18',  0  A  1=129°  4:d' ;  a  :  h  :  c=l'042o  :  1 : 
l-T-125,  Ramm.    1  :  1,  has., =100°  30',  macr.,  135°,  brach.,  96°  22^ 

H.  =  l.  G.=l-55.  Lustre  vitreous.  Colorless  or  white.  An  aromatic 
odor.    Soluble  in  water. 

Comp. — 64  HB04  =  Carbon  40-7,  hydrogen  5-1,  oxygen  54-2=100.  Evaporates  at  a  low  tem- 
perature, and  on  cooling  condenses  in  crystals. 

Obs.— Exists  in  amber,  constituting  2^  to  6  p.  c.  of  the  mass,  and  easily  obtained  from  it  by 
distillation.  Its  presence  reody  formed  in  this  resin  is  shown  by  the  fact  that  it  may  be  separated 
either  by  water,  ether,  or  alkalies,  the  amber  being  left  after  the  treatment  without  its  succinic  acid. 

825.  RETINELLTTE.    Fart  of  Bright  Yellow  Loam  (fr.  Bovey)  so  saturated  with  petroleum 
that  it  burns  like  sealing-wax,  J.  Millts,  Piiil.  Trans.,  li.  536,  1760:  Bitumen  from  Bovey,  Retin 
asphaltum,  Hatchett,  ib.,  18o4,  402  ;  Retinite.    Resin  of  Retin  Asphalt,  Retinic  Acid,  J.  F.  W  . 
Johnston,  PhiL  Mag.,  III.  xIl  560,  1838.    Retinellite  Dana. 
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Kesiii-like.  Light  brown.  Begins  to  melt  at  121°  C,  is  perfectly  fluid  at 
160°,  and  gives  oil'  a  resin- like  odor  at  100°  C.  Soluble  in  alcohol,  still 
more  freely  in  ether. 

Comp. — 0.  ratio  for  €,  H,  0  =  -21  :  28  :  3.    Analysis:  Johnston  (1.  c): 

C  7G-86  H  8-75       0  U-39=100. 

Johnston  describes  salts  of  retinic  acid  with  silver,  lead,  and  lime. 

Obs. — The  retinasphalt  of  Hatcliett,  from  the  Tertiary  coal  of  Bovey  in  Devonshire,  from 
which  alcohol  sej^arates  the  above  species,  occurs  in  roundish  masses,  having  H.=  l  — 2'5  ;  G-.= 
l-l:-i5.  Ilatchett ;  lustre  sliglitly  resinous  in  the  fracture,  often  earthy  externally;  color  light  yel- 
lowish-brown, sometimes  green,  yellow,  reddish,  or  striped ;  and  is  subtransparent  to  opaque  ; 
often  flexible  and  elastic  when  first  dug  up,  though  brittle  on  drying.  Johnston,  after  drying  the 
retinasphalt  at  300'  C,  obtained  (1.  c.)  53*92  p.  c.  of  resin  soluble  in  alcohol,  27'45  of  insoluble 
organic  matter,  and  ]3'23  of  ash=lUO.    The  insoluble  portion  has  not  been  investigated. 

Hatchett  found  (1.  c.j  vegetable  resin  55,  bitumen  41  (the  insoluble  part,  which  he  regarded 
as  asphalt,  and  alludes  to  in  the  name  retinasphalt),  and  earthy  matter  3  =  99. 

A  retiuite  from  Halle  afforded  Bucholz  (Schweig.  J,,  i.  290,  1811)  91  parts  soluble  in  absolute 
alcohol,  and  9  parts  insoluble.  The  former  gives  a  yellcwish-brov\Ti  deposit  on  dilution,  and  is 
more  soluble  in  boiling  dilute  alcohol  than  in  cold;  and  it  is  insoluble  in  pure  ether  and  turpen- 
tine. The  latter  is  also  insoluble  in  ether.  Both  are  soluble  in  alkalies,  which  would  seem  to 
indicate  that  they  are  acid  in  their  relations. 

The  resm  fuses  with  more  difficulty  than  most  resins,  blackens  in  the  heat,  and  gives  out  a 
strong  aromatic  odor.  By  distillation  yields  a  brown  thick  oil,  some  water  containing  a  little 
acetic  acid,  besides  carbonic  acid  and  carburetted  hydrogen. 


826.  DOPPLERITE.    Dopplerit  Haid.,  Ber.  Ak.  Wien,  ii.  287,  18-19,  Hi.  281. 

Amorphous.  In  elastic  or  partly  jelly-like  masses.  TThen  fresh,  brown- 
ish-black, with  a  dull  brown  streak  and  greasy  subvitreuus  lustre ;  and 
when  in  thin  plates  reddish-brown  by  transmitted  light. 

H.=0-5.  G.=:l-089,  Fo3tterle.  After  drying,  H.=i2-2-5,  G.  =  l-1:66, 
and  lustre  somewhat  adamantine.  Becomes  elastic  on  drying  from  exposure 
to  the  air.    Tasteless.    Insoluble  in  alcohol  or  ether. 

Comp.,  etc. — Ratio  for  -O,  H,  O,  nearly  10  :  12  :  5,  from  analyses  2,  3.  An  acid  substance,  or 
mixture  of  different  acids,  related  to  humic  acid.  Analyses  :  1,  Schrotter  (Ber.  Ak.  Wien,  ii.  287, 
1849);  2,  3,  T.  Miihlberg  (Jahrb.  Or.  Reichs.,  xv.  283,  lb65): 

C  H  0  N 

1.  Aussee         51-09       5-29       42-59       1-03  =  100  Schrotter. 

2.  "  55-94       5-20  38-86      =100  Miihlberg. 

3.  ObbUrg    (1)  56-63       5-58  37  79      =100  Miililberg. 

From  No.  1,  5-86  of  ash  are  excluded  ;  from  No.  2,  5*18 ;  from  3,  5  to  14-2  p.  c.  All  were  dried. 
Schrotter  found  the  loss  of  water  78-5  p.  c. ;  and  Miihlberg,  at  110°  C,  for  No.  2,  20*04  p.  c.  for 
an  air-dried  specimen;  for  3,  81-8  p.  c.  for  a  jelly-hke  specimen,  and  19-7  for  an  air-dried.  In 
caustic  potash  soluble,  with  a  residue  of  earthy  matters. 

Obs.— Found  in  peat-beds,  near  Aussee  in  Styria ;  and  in  Gontin  in  Appenzell,  and  Obbiirg, 
near  Stausstad  in  Unterwalden,  Switzerland. 

Named  after  Bergrath  Doppler,  who  was  the  first  to  bring  the  substance  to  notice. 

C.  W.  G-iimbel  has  referred  here  (Jahrb.  Min.  1858,  278)  a  substance  from  a  peat-bed  near 
Berchtesgaden.  It  is  soft,  plastic,  elastic,  black,  of  waxy  lustre,  tasteless;  on  drying  in  the  air  it 
resembles  compact  coal,  is  brittle  and  velvet-black,  and  has  H.  =  2-5,  G.  =  1-489,  lustre  vitreous, 
with  powder  brownish-black.  The  air-dried  material  loses,  at  SO'  C,  12  p.  c.  of  water.  Unlike 
dopplerite,  it  burns  with  a  bright  yellow  flame,  is  partially  soluble  in  alcohol,  and  the  alcoholic 
solution  affords  a  resin  (Kenng,  Ueb.,  1858,  142). 

A  pitch-black  coal-like  substance  from  the  peat-beds  at  Kolbenmoor,  near  Berchtesgaden,  the 
same  that  are  described  by  Giimbel,  related  to  dopplerite  in  composition,  and  in  not  'burning  with 
a  flame  when  inserted  in  fragments  in  the  flame  of  a  candle,  has  been  analyzed  by  C.  Gilbert 
Wheeler  (priv.  contrib.,  dated  Nuremberg,  Jan.  23,  1866).    It  afforded  him  : 
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C  50-98       H  5-36       N  3-74       0  36*14       ash  3-(8  =  100. 

It  appears  to  be  the  same  substance  that  is  here  partially  described  by  Giimbel. 
Mr.  Wheeler  observes  that  it  is  found  imbedded  in,  and  entirely  surrounded  by,  the  peat ;  and 
specimens  show  well  the  transition  from  peat  to  the  coal-like  substance. 

827.  M  -LANELLITE.    Part  of  Melanchym  of  Haid.  (see  p.  744).    MelaneUite  Dana. 

Black  and  gelatinous,  as  obtained  by  Rochleder.  Separated  from  rocli- 
lederite,  or  the  resinous  ingredient  of  melanchjme,  by  dissolving  the  latter 
out  by  means  of  alcohol. 

Comp.,  etc. — The  jelly-like  mass  gave  on  analysis,  Carbon  67*14,  hydrogen  4*79,  oxygen 
28*07=100,  corresponding  to  the  ratio  48  :  40  :  15  =  Garbon  67*3.  hydrogen  4*7,  oxygen  28-0  = 
lOi).  The  ratio  48  :  40  :  16  =  12  :  10  :  4  aflfords  the  percentage  C  66  1,  H  4-6,  0  29*3  =  100.  The 
substance  is  regarded  by  Rochleder  as  an  acid  related  to  uimic  acid.  But,  as  it  was  not  combined 
with  a  base  before  analysis,  there  is  no  proof  of  its  purity. 

Ou  the  locahty  and  material  affording  this  acid,  see  Rochledeiiite,  p.  744. 


lY.  SALTS  OF  ORGAOTC  ACIDS. 

828.  MELLITE.  Houigsteia  (fr.  Thuriugia)  Wern..  Bergm.  J.,  1789,  i.  380,  395.  Honigstein 
Karst..  Mus.  Lesk.,  ii.  P.  1,  835,  1789.  Sucoin  Iranspareut  en  cristaux  octaedres,  Pierre  de 
miel,  V.  Born,  Cat.  de  Raab,  ii.  90,  1790.  Mellites  Gmelin,  Linn.  Syst.,  iii.  282,  1793.  Mellilite 
Kirwan,  Min.,  ii.  68,  1796.  Mellite  jET.,  iii.  1801.  Honigstein,  Melilithus,=Honigsteinsaure 
(Acidum  melilithicum)  + Alaunerde  + Wasser,  KUipr.,  Ak.  Berhn,  1799,  Beitr.,  iii.  114,  ISOl. 

Tetragonal.  6>  A  1  =  33°  29';  a=0-7454J:5,  Kokscharof.  Occurs  in 
octahedrons,  with  often  the  planes  i-i  truncating  the  basal  angles,  aud 
sometimes  the  terminal  angle  and  basal  edges  truncated,  the  occurring 
planes  being  /,  i-i^  1.  1  A  1,  pyr.,  =  118°  16',  basal,  =  93°  1^' ;  1  A  i-i-- 
121°  52'.  Cleavage  :  octahedral,  very  indistinct.  Also  in  massive  nodules, 
granular  in  structure. 

H.  =  2— 2-5.  G.=rl-55  — 1-65;  1-636  — 1-61:2,  Kenngott.  Lustre  resinous, 
inciining  to  vitreous.  Color  honey-yellow,  often  reddish  or  brownish ; 
rarely  wliite.  Streak  white.  Transparent — translucent.  Fracture  con- 
clioidal.  Sectile. 

Oomp. — Xl  18  II  =  ]\feUitic  acid  40"58,  alumina  14  32,  water  45-15.  Analyses  :  1,  Klaproth 
(Beitr.,  iii.  114);  2,  WGhkr  (Pogg.,  vii.  325) ;  3,  J.  v.  Iljenkof  (Koksch.,  iii.  217): 

MeUitic  acid    46  41-4  42-36 

Alumina         16  14-5  14-20 

Water  38  =  100  K.       44-1=100  W.      44-16  1. 

Pyr.,  e'c. — Whitens  in  the  flame  of  a  candle,  but  does  not  take  fire.  Dissolves  in  nitric  acid; 
decomposed  by  boihng  water.    In  a  matrass  yields  water. 

Obs. — Occurs  in  brown  coal  at  Arten  in  Thuriogia ;  at  Luschitz  near  Bilin  in  Bohemia;  near 
Walchow  ill  Moravia;  in  the  Govt,  of  Tula,  Russia  in  Europe  ;  Nertschinsk,  beyond  Lake  Baikal. 

829.  PiGOTiTE  Johnston  (Phil.  Mag.,  TIT.  xvii  382).  A  salt  of  alumina  and  an  organic  acid  called 
mudescous  acid  by  Johnston.  Composition  4  2U+€^,;Hio04  (the  acid) +  '27  II.  Formed  on  granite, 
in  Cornwall,  from  the  action  of  wet  vegetation.    Reported  also  from  Wicl^low  (Ch.  Gaz.,  1S52,  378). 

829 A.  Organic  Salts  of  Irox.  Native  compounds  of  iron  and  organic  acids  have  been  indicated 
by  Berzelius  and  other  chemists  as  common  in  marshes.  But  none  of  them  has  yet  been  properly 
investigated,  the  kinds  of  acids,  as  well  as  the  proportions  of  acid  to  bases,  being  undetermined. 
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830.  ASPHALTUM.  "Aatpa^mi  AristoL  Straho,  Diosc,  etc.  Bitumen  Plin.,  xxxv.  51.  Asphalt, 
Mineral  Pitch.  Asphalt,  Bergpech,  Erdpech,  Germ..  Asphalte,  Bitume,  Fr.  [For  syn.  of 
Pittasphalt  or  Mineral  Tar  (Bergtheer  Germ.),  see  p.  728.] 

Asphaltiim,  or  mineral  pitch,  is  a  mixture  of  diiFerent  hydi'ocarbons,  part 
of  which  are  oxygenated.    Its  ordinary  characters  are  as  follows  : 

Amorphous.  G-.  =  l  — 1'8;  sometimes  higher  from  impurities.  Lustre 
like,  that  of  black  pitch.  Color  brown ish-bhick  and  black.  Odor  bitumi- 
nous. Melts  ordinarily  at  90°  to  100°  C,  and  burns  with  a  bright  flame. 
Soluble  mostly  or  wholly  in  oil  of  turpentine,  and  partly  or  wholly  in 
ether ;  commonly  partly  in  alcohol. 

Tlie  more  solid  kinds  graduate  into  the  pittasphalts  or  mineral  tar  (p. 
728),  and  through  these  there  is  a  gradation  to  petroleum.  The  fluid  kinds 
change  into  the  solid  by  the  loss  of  a  vaporizable  portion  on  exposure,  and 
also  by  a  process  of  oxydation,  which  consists  first  in  a  loss  of  hydrogen, 
and  finally  in  the  oxygenation  of  a  portion  of  the  mass. 

Comp. — The  action  of  heat,  alcohol,  ether,  naphtha,  and  oil  of  turpentine,  as  well  as  direct 
analyses,  show  that  the  so-cahed  asphaltum  from  difterent  localities  is  very  various  in  composi- 
tion. Yet  the  true  composition  is  not  known  of  any  one  of  them.  It  has  been  shown  only  that 
the  following  are  the  classes  of  ingredients  present : 

A.  Oi^s  vaporizable  at  about  1'  0'  C,  or  below;  sparingly  present,  if  at  all. 

B.  Heavy  oils,  probably  of  the  Pittolium  or  Petrolene  groups  (pp.  728,  129);  vaporizable  between 
100"'  and  250'  C. ;  constituting  sometimes  85  p.  c.  of  the  mass. 

C.  Besins  soluble  in  alcohol 

D.  Solid  asphalt-like  substance  or  substances  soluble  in  etJier  and  not  in  alcohol;  black,  pitch-like, 
lustrou«!  in  fracture;  15  to  85  p.  c. 

E.  Black  or  brownish-black  substance  or  substances  not  soluble  either  in  alcohol  or  ether ;  similar  to 
D  in  color  and  appearance,  Kersten;  brown  and  ulmin-like.  Volckel;  1  to  75  p.  c. 

F.  Nitrogenous  substances  ;  often  as  much  as  corresponds  to  1  or  2  p.  c.  of  nitrogen. 
Boussingault  attempted  an  investigation  of  the  composition  in  1837  (Ann.  Ch.  Phys.,  Ixxiv. 

141),  and  arrived  at  the  conclusion  that  there  were  two  principles  present;  one  2^<^l ''olene.  an  oil, 
the  nther  asphaltene,  a  sohd,  and  concluded  that  all  asphalts  were  mixtures  of  these  two  in 
different  proportions.  But  his  petrolene^  as  already  observed,  is  beyond  question  a  mixture 
of  oils;  and  his  asphaliene  needs  much  more  investigation.  His  special  examinations  on  this 
pomt  were  made  only  on  the  asphalt  of  Bechelbronn.  He  found  in  it  (1)  no  light  oil  (or  A),  as 
nothing  was  given  off  at  100°  C. ;  (2)  85-4  p.  c.  of  heavier  oil,  or  his  j/:>e^ro/e»e,  vaporized  between  100^ 
and  2:>rJ'  C.  (B);  and  (8)  14*6  p.  c.  of  a  black,  lustrous,  asphalt-like  solid,  his  asjjhaliene,  soluble 
in  ether,  oil  of  turpentine,  and  fatty  oils,  but  not  in  alcohol  (D).  Aspliahene  was  the  solid  sub- 
stance after  subjecting  the  asphaltum  to  a  temperature  of  250'  C.  in  a  hot  oil-bath. 

(Boussingault  has  been  quoted  by  Berzelius,  Kersten.  Rammelsberg.  and  others,  as  making  the 
asphaltene  Jiot  soluble  in  ether,  but  he  expressly  mentions  its  solubility.  He  also  states  earlier 
that  the  mass  of  the  asphalt  was  toholly  soluble  in  ether;  and,  also,  that  he  used  ether  to  separate 
it  from  the  impurities  present,  after  which  kind  of  puriiication  it  burnt  without  residue.) 

Boussiugault's  analysis  of  asphaltene  afforded : 

Carbon  75  0  Hydrogen  9*9  Oxygen  14-8  =  90*7  ; 

giving  the  ratio  for  -G,  H,  0=40  :  64  :  6.  He  closes  the  paper  with  his  analysis  of  an  asphalt 
(_the  mass)  from  Caxitambo,  as  follows : 

C  75-0  H  9-5  0  15-5  =  100  ; 

and  remarks  on  the  near  approach  of  this  alphalt  in  composition  to  asphaltene.  But  in  1840 
(1.  c,  Ixxiii.  444)  he  gives  two  new  analyses  of  the  Caxitambo  asphalt,  in  which  he  obtained  only 
1-05  of  oxygen  and  nitrogen  (see  anal.  7,  below);  and  adds  that  "his  earlier  analysis  was  made 
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by  the  method  ordinarily  followed  at  that  time,  by  which  method  he  was  never  able  to  obtain 
more  than  76  p.  c.  of  carbon."  'I  he  remark  virtually  concedes  the  inaccuracy  of  the  analysis  also 
of  asphaltene,  or  at  least  gives  sufficient  occasion  for  a  very  large  doubt.  No  special  mention  is 
made  in  this  second  paper  of  the  asphalt  of  Bechelbronn,  but  analyses  are  given  of  peirolene  from 
the  locality. 

Nendtvich,  in'  an  investigation  of  an  asphalt  from  Peklenicza,  Austria,  found  it  to  consist 
almost  solely  of  asphaltene,  that  is,  it  was  soluble  in  ether  and  not  in  alcohol;  and  in  1843  (Jahrb. 
G.  Reiohs.,  vii.  74:;)  obtamed  for  it  nearly  the  composition  of  asphaltene  (or  C  '72"45,  H  ITOT, 
0  16'48);  but  in  1847  (Haid.  Ber.,  iii.  271)  he  rejects  his  earlier  results,  and  states  that  the 
mineral  contained  no  oxygen,  and  was  essentially  identical  in  composition  with  petroleue,  as  stated 
on  p.  731 ». 

Other  analysts  have  not  afforded  more  satisfactory  results.  Part  have  been  contented  with 
analyses  of  the  undivided  mass ;  while  others  have  ascertained  the  portions  soluble  in  different 
menstrua,  without  ascertaining  the  constituents  of  the  substances  obtained. 

The  following  table  contains  the  proportions  of  the  ingredients  A,  B.  C,  D,  E,  above,  m  a  few 
asphalts.  The  letters  E  and  A,  in  connection  with  the  statement  of  the  solubility,  stand  for 
tther  and  alcohol.  1,  Boussingault  (h  c);  2.  Kersten  (J.  pr.  Ch.,  xxxv.  ^71) ;  H.  4.  Yulckel  (Ann. 
Ch.  Pharm.,  bcxxvii.  139);  5.  Klaproth  (Beitr.,  iii.  315);  6,  Meyrac  (J.  d.  Phys..  xcix.  118);  7, 
Hermann  (.J.  pr.  Ch..  Ixxiii.  232);  8,  Nendtvich  (Haid.  Ber.,  L  c): 


A. 


B. 


1.  Bechelbronn 

2.  Brazza,  Dalmatia  5 

3.  Dax 

4.  Travers,  near  Neufchatel 

5.  Albania  0 

(\.  Bastennes 

7.  Tschetschna.  Caucasus 

8.  Peklenicza 


Light 
oils. 

0  6 
50 

very  little 


Heavier 
oOs. 
85-4 


11-2 

trace 


C. 
Resin. 

9 

1-0 


D.  Sol.  in  E. 
Insol.  in  A. 

14-6 

2O-0 

about  half 


two  thirds 
0 


all 


88-8 
all 


E.  Insol. 
in  E  &  A. 

0  =100  Boussingault. 
74-0=100  Kerstem 
about  half  Volckel. 

Yulckel. 
0  Klaproth. 


a  third 


Meyrac. 
0  =100  Hermann. 
0  Xendtvich. 


Klaproth  found  the  asphalt  of  Avlona,  Albania,  to  give  nothing  to  alcohol,  and  to  dissolve 
completely  in  ether,  like  that  of  Peklenicza. 

It  is  probable  that  the  material  insoluble  in  both  alcohol  and  ether  (column  E,  above)  is  not 
always  of  the  same  kind.  That  from  the  Brazza  asphalt  (anal.  2)  was  black  and  lustrous, 
asphalt-like;  while  that  of  Dax  (anal.  3)  w^as  brown,  and  ulmin-like. 

Ultimate  analyses  of  different  asphalts  have  afforded  the  following  results :  1-3 


(Ann.  d.  M.,  xv.  523) ;  4, 
Soc.  PhUad.,  1852,  353); 


0,  Regnault  (Ann. 
7,  Boussinga'ilt  (L 


C 

H 

1. 

Bastennes 

78-50 

8-80 

2. 

Pont  du  Chateau 

76-13 

9-41 

3. 

Auverg-ne 

77-64 

7-86 

4. 

Abruzzi,  Italy 

67-43 

7-22 

5. 

Cuba 

81-46 

9-57 

6. 

82-34 

9-10 

7. 

Caxitambo 

(^)  88-66 

9-69 

d.  M.,  III.  xu. 

C,  Lxxxiii.  444) 

0 
[2-60' 
[10-34 
[8-35^ 


161);  6,  "U'etheriU  (Trans. 


Ebelmen 
Am.  Phil. 


X 

1-  65 

2 -  3 -2 
1-02 
1-37 


[8-97] 
[6-2.=)]  1-91 
[i-65] 


Ash 

8  45  =  100  Ebelmen. 
1-80  =  100  Ebelmen, 
5-13  =  100  Ebelmen. 

 =100  Regnault. 

 =10m  Regnault. 

0-40  =  100  Wetherill. 
 =100  Boussingault. 


The  most  of  these  analyses  need  revision. 

Obs. — Asphaltum  belongs  to  rocks  of  no  particular  age.  The  most  abundant  deposits  are 
superficial.  But  these  are  generally,  if  not  always,  connected  with  rock  deposits  containing 
some  kind  of  bituminous  material  or  vegetable  remains  (see  p.  725). 

Some  of  the  noted  locaUties  of  asphaltum  are  the  region  of  the  Dead  Sea,  or  Lake  Asphaltites, 
whence  the  most  of  the  asphaltum  of  ancient  writers  ;  a  lake  on  Trinidad,  U  m.  in  circuit, 
which  is  hot  at  the  centre,  but  is  solid  and  cold  toward  the  shores,  and  has  its  borders  over  a 
breadth  of  f  m.  covered  with  tlie  hardened  pitch  with  trees  flourishing  over  it;  and  about  Poin^ 
La  Braye,  the  masses  of  pitch  look  hke  black  rocks  among  the  fohage ;  at  various  places  in  S 
America,  similar  lakes,  as  at  Caxitambo  (not  Coxitambo),  Peru,  which  is  used  at  Payta,  on  th< 
coast  (under  the  equator),  for  pitching  boats,  etc.;  at  Berengela,  Peru,  not  far  from  Arica  (S.), 
where  it  is  put  to  the  same  use ;  in  California,  near  the  coast  of  St.  Barbara,  an  area  of  som( 
acres;  in  a  large  bed,  near  Avlona  in  Albania  (G.  =  1-205).  Also  in  smaller  quantities,  sometimei 
disseminated  through  shale  and  sandstone  rocks,  and  occasionally  limestones,  or  collected  in 
cavities  or  seams  in  these  rocks ;  near  Matlock,  Derbyshire,  in  stalactitic  masses ;  Poldice  mine 
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in  Cornn-all:  Hauzhmoud  Tlir  in  Sliropshire :  at  Bastennes  aud  Dax,  Dept.  of  Landes,  oonstitu- 
tiv^  »■>  p.  c.  of  a  sandy  deposit;  Val  de  Travers.  XeucliateL,  impregnating  a  bed  in  the  Cretacecus 
formatinii,  aud  serving  as  a  cement  to  the  rock,  which  is  used  for  buildings;  impregnating 
dolomite  on  the  island  of  Brazza  in  Dalmaiia ;  in  the  Caucasus ;  in  gneiss  and  mica  schist  ia 
Sweden. 

The  following  substances  are  closely  related  to  asphaltum.  and,  like  it.  are  mixtures  of  undeter- 
niued  carbohydrogens. 

830A.  Grahamite  Wurtz  (Coal  or  Asphalt  Les'ey.Vroc.  Am.  Phil.  Soc.  PhHad.,  ix.  183,  186.3-, 
&rahamite  Wurtz.  Rep.  Min.  Format,  in  W.  Virginia.  1865,  Am.  J.  ScL,  II.  xlii.  420,  1866.) 
Resembles  the  preceding  in  its  pitch-black,  lustrous  appearance;  H.  =  2  ;  G.  =  l  l-1:5.  Soluble 
mostly  in  oil  of  turpentine  ;  partly  in  ether,  naphtha,  or  benzole  ;  not  at  all  in  alcohol ;  wholly  in 
chloroform  and  sulphid  of  carbon.  Xo  action  vrirh  alkalies  or  hot  nitric  or  muriatic  acid.  Melts 
only  imperfectly,  and  with  a  decomposition  of  the  surface;  but  in  this  state  the  interior  may  be 
drawn  hito  long  threads. 

(!)ccurs  in  W.  Virginia,  about  20  m.  \n  an  air  line  S.  of  Parkersburg,  filling  a  fissure  (shrinkage 
fissUi'e)  ill  a  sandstone  of  the  Carl:>oniferous  formation ;  and  supposed  to  be.  like  the  albertite,  an 
inspissated  and  oxygenated  petroleum.  There  is  yet^  no  reliable  analysis  of  it.  not  even  an 
ultimate  analysis.  The  material  is  partly  columnar  from  a  fracturing  as  a  result  of  contraction  ui 
the  material,  the  structure  being  vertical  to  the  sides  of  the  vein. 

83()B  Alberttte  Bohb.  (Melan- Asphalt  Wet?ie)iU.  Trans.  Am.  Phil.  Soc.  Philad.,  1852,  353.) 
Ditfers  from  orduiary  asphaltum  in  being  only  partially  soluble  in  oil  of  turpentine,  aud  in  its  very 
imperfect  fusion  when  heated.  It  has  H.  =  l  — 2;  G.  =  1'09T  ;  lustre  brilliant,  pitch-like;  color 
jet-black.  Softens  a  httie  in  boiling  water:  in  the  flame  of  a  candle  shows  incipient  fusion. 
According  to  imperfect  determinations,  o:ily  a  trace  soluble  in  alcohol;  -1  p.  c.  in  ether ;  30  in  oil 
ot"  turpentine. 

Wetherill  obtained  in  an  ultimate  analysis  (L  c.)  Carbon  86"04  hydrogen  8"96,  oxygen  r97, 
nitrogen  2-9:s,  S  tr.,  ash  0-10=  loO.  By  destructive  distillation,  oils  of  the  Xaphtha.  Betanaph- 
tha,  and  Ethylene  series  have  been  obtained  by  Warren. 

Occurs  fi'ding  an  irregular  fissure  in  rocks  of  the  Subcarboniferous  age  (or  Lower  Carboniferous) 
in  Xova  Scotia,  and  is  regarded  as  an  inspissated  and  oxygenated  petroleum.  For  an  article  on  its 
mode  of  occurrence,  see  Hitchcock,  Am.  J.  Sci.,  II.  xxxts.  267. 

83nC.  PiAUZiTE  (Retinit  von  Piauze,  Piauzit.  Raid..  Pogg.,  Ixii.  275,  1844).  An  asphalt-Mke 
substance,  remarkable  for  its  high  melting-point.  315'  C.  It  occurs  slaty  massive;  color  brownish- 
or  greenish-black;  thin  splinters  colophonite-brown  by  transmitted  light;  streak  fight  brown, 
amber-brown ;  H.  =  1  '5  ;  G  =  1  -220  ;  1186,  Kenngott. 

After  melting,  it  bums  with  an  aromatic  odor  and  much  smoke,  leaving  5-96  per  cent,  of  ash. 
Soluble  in  ether  and  canstic  potash,  also  largely  in  absolute  alcohoL  Heated  in  a  glass  lube  a 
yellowish  oily  fluid  is  distilled,  having  an  acid  reaction. 

It  comes  from  a  bed  of  brown  coal  at  Piauze.  near  Xeustadt  in  Carniola ;  on  Mt.  Chum,  near 
Tiifter  in  Styria,  where  thousands  of  pounds  have  been  obtained.  It  much  resembles  a  black 
lameUar  coal  (Keungott,  Jahrb.  G.  Reichs.,  91,  1856). 

830D.  BerexCtELIte  Johnston,  PhU.  Mag.,  III.  xiii.  329,  1838.  Asphaltum -like.  Color  dark 
brown,  with  a  tinge  of  green.    Powder  yellow.    Lustre  of  surface  of  fracture  resinous. 

Analysis:  Johnston  (I  c.)  :  C  72*47,  H  9  20.  0  18 -33:=  100,' corresponding  to  the  ratio  for^,  H. 
O,  40  :  62  :  S.  Forms  a  solution  with  cold  alcohol,  which  is  bitter  to  the  taste.  On  evaporation 
the  resin  obtained  has  a  clear  red  color,  and  remains  soft  and  viscid  at  the  ordinary  temperature. 
Nearly  insoluble  in  caustic  potash.  Odor  resinous,  disagreeable  ;  but  after  fusion  for  some  time 
at  100'  C.  this  odor  is  succeeded  by  an  agreeable  one ;  on  cooling  it  regains  the  original  odor. 
It  is  said  to  form  a  lake  like  that  of  Trinidad,  in  the  province  of  St.  Juan  de  Berengela,  about  lOu 
m.  from  Arica,  Peru,  and  is  used  at  Arica  for  paying  boats  and  vessels. 

831.  MINERAL  COAL.     WvSpaKEvra  coaa  riov  roinvraiv  yi~is  v\cov  l^^i  n  ^faTj-o?!  [  =  Coal-like  Sub- 

stances  which  have  in  them  more  of  earth  than  of  smoke  or  fire]  Aristot.,  MenojooXoy..  iv.  9. 
E  w  (river  Pontus  in  Thrace)  Tivas  Xidovg  oi  Kai  nrai  [=Certain  stones  which  burn]  Aristot.,  Ueol 

Qavfj.  'A»coit(T;j.,  c.  115.     Ovs  ci  KaXovciv  evQvi  atOpanai  rwv  dpv-ronevojv  {7  6ovTrjftiv(jjp)  cia  t;>  X!"^"^? 

cirri  yeociti,  etc.  [=Those  (of  minerals)  dug  for  use,  which  are  caUed  simply  coals,  are  earthy, 
but  will  kindle  and  bum  like  charcoal]  (fr.  Liguria),  Theopkr.,  xvi.  (in  Schneider's  edit.),  3 1 5 

B.C.     'tLiiJi  ci  Twi/  dpuvaro}!/  dvdoaK  ,virai  r»)  Kuvcet  xal  ciauEfjvcrt  -Ajtcj  ■^ooi'ov  [  =  Some  brittle  StOUCS 

become  by  burning  fike  glowing  coals,  and  remain  so  a  long  time]  (fr.  Bena  in  Thracia,  and  the 
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promontory  of  Srineas)  TheopTir.,  xii,  QoikIh  >i9,j  Aristot.  r.yyVr??  Xiflo?  Straho  Tayirr,' 
\iO;i,  Qj.iK^tii  >tO>c,  Diosc.  Y.  145,  146.  Thracius  lapis,  Gemma  Sammothracia,  Piin..  xxxiii  30, 
xxxvii.  67.    Gagates  Plin.^  xxxvi.  34,    Steiukolile  Germ.    Houille.  Charbon  fossile,  Fr. 

^Mineral  coal  is  made  up  of  different  kinds  of  hydrocarbons,  with  perliapa 
in  some  cases  free  carbon  ;  but  the  species  have  not  yet  been  investigated. 
The  distinguishing  characters  of  mineral  coal  are  as  follows  : 
Compact  massive,  without  crystalline  structure  or  cleavage  ;  sometimes 
breaking  with  a  degree  of  regularity,  but  from  a  jointed  rather  than  a 
cleavage  structure.  Sometimes  laminated  ;  often  faintly  and  delicately 
banded,  successive  layers  differing  slightly  in  lustre. 

H.  =  0*5  — 2-5.  G.  =  l  — 1'80.  Lustre  dull  to  brilliant,  and  either  earthy, 
resinous,  or  submetallic.  Color  black,  grayish-black,  brownish-black,  and 
occasionally  iridescent ;  also  sometimes  dark  brown.  Opaque.  Fracture 
conclioidal — uneven.  Brittle  ;  rarely  somewhat  sectile.  Without  taste, 
except  from  impurities  present.  Insoluble  in  alcohol,  ether,  naphtha,  and 
benzole,  excepting  at  the  most  2  or  3  p.  c.  (rarely  10  ?) ;  usually  less  than 
1  p.  c.  Insuhil)le  in  a  solution  of  potash.  Infusible  to  subfusible  ;  but 
often  becoming  a  soft,  pliant,  or  paste-like  mass  when  heated.  On  distil- 
lation most  kinds  afford  more  or  less  of  oily  and  tarry  substances,  which  are 
mixtures  of  hydrocarbons  and  paraffin. 

Var. — The  \rariatioiis  depend  partly  (1)  on  the  amount  of  the  volatile  ingredients  afforded  on 
destructive  distillation  :  or  ^2 1  on  the  nature  of  these  volatile  compounds,  for  ingredients  of  similar 
composition  may  difler  widely  in  volatility,  etc. ;  (3)  on  structure,  lustre,  and  other  physical 
characters. 

I.  AxTHRACiTE  (Anthrarit  Zar5^.,  Tab,.  58,  96,  1808,  Glanzkolile  H.=2  — 2-5.  G.= 
l-o2— 1-7,  Pennsylvania;  1-81,  Rhode  Island;  'l-26— 1-36,  South  Wales.  Lustre  bright,  often 
submetalUc,  iron-black,  and  frequently  iridescent.  Fracture  conchoidal.  Volatile  matter  after 
drying  3  to  6  p.  c.    Burns  with  a  feeble  flame  of  a  pale  color. 

The  anthracites  of  Pennsylvania  contain  ordinarily  85  to  93  per  cent,  of  carbon  ;  those  of 
South  Wales,  88  to  95;  of  France,  8u  to  83  ;  of  Saxony,  81 ;  of  southern  Russia,  sometimes  94 
per  cent. 

Anthracite  graduates  into  bituminous  coal,  becoming  less  hard  and  containing  more  volatile 
matter:  and  an  intermediate  variety  is  called //•ee-5?</-/2</iy  anthracite, 

2,  Xative  Cole.  More  compact  than  artifit-ial  coke,  and  some  varieties  afford  considerable  bitu- 
men. From  the  Edgehill  mines,  near  Richmond,  Ya..  according  to  Genth,  who  attributes  its  ori- 
gin to  the  action  of  a  trap  eruption  on  bituminous  coaL 

BiTCMiN'OUS  Coals  (Schwarzkohle  Hausm..  Handb ,  "3,  1813.  Steinkohle  pt.  Germ.).  Under 
the  head  of  Bituminous  Coals,  a  number  of  kinds  are  included  which  differ  strikingly  in  the  action 
of  heat,  and  which  therefore  are  of  unlike  constitution  They  have  the  common  characteristic  of 
burning  in  the  fire  with  a  yellow,  smoky  flame,  and  giving  out  on  distillation  hydrocarbon  oils 
or  tar,  and  hence  the  name  hitHmihou-s.  The  ordinary  bituminous  coals  contain  from  5  to  15 
p.  c.  (rarely  16  or  17)  of  oxygen  (ash  excluded!;  while  the  so-called  brown  coal  or  lignite  con- 
tains from  20  to  36  p.  c,  after  the  expulsion,  at  100'  C.  of  15  to  36  p.  e.  of  water.  The  amount 
of  hydrogen  in  each  is  from  4  to  7  p,  c.  Both  have  usually  a  bright,  pitcliy,  greasy  lustre 
(whence  often  called  Fechkohle  in  German),  a  firm  compact  texture,  are  rather  fragile  compared 
with  anthracite,  and  have  G.  =  l"14 — r40.  The  broujn  coals  have  often,  a  brownish-black  color, 
whence  the  came,  and  more  oxygen,  but  in  these  respects  and  others  they  shade  into  orcUnary 
bituminous  coals. 

The  ordinary  bituminous  coal  of  Pennsylvania  has  G.  =  1'26 — 1-.37  :  of  Newcastle,  England,  127  ; 
of  Scotland.  1-.^ 7 — 1-32;  of  France,  1-2 — 1-33;  of  Belgium,  1 -27 — 13,  The  most  prominent  kinds 
are  the  following: 

3.  Cakixg  Coal,  A  bituminous  coal  which  softens  and  becomes  pasty  or  semi-visc:d  in  the  fire. 
This  softening  takes  place  at  the  temperature  of  incipient  decomposition,  and  is  attended  \dth  the 
escape  of  bubbles  of  gas.  On  increasing  the  heat,  the  volatile  products  which  result  from  the 
ultimate  decomposition  of  the  softened  mass  are  driven  off,  and  a  coherent,  grayish -black,  cellular, 
or  fritted  mass  {coke}  is  left.  Amount  of  coke  left  (or  part  not  volatile)  varies  from  50  to  85  p  c, 
A  caking  coal  will  lose  its  caking  quality  if  kept  heated  for  2  or  3  hours  at  3(jO'  C,  and  sometimea 
on  mere  exposure  for  a  time  to  the  air. 
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4.  N"ox-Cakixg  Coal.  Like  the  preceding  in  all  external  characters,  and  often  in  ultimate 
composition  ;  but  burning  freely  without  softening  or  any  appearance  of  incipient  fusion.  Per- 
centage of  volatile  matter  same  as  for  caking  coal,  but  the  coke  is  not  a  i:)roper  coke,  being  in  pow- 
der,  or  of  the  form  of  the  rrig-inal  coal. 

There  are  all  gradations  between  caking  and  non-caking  bituminous  coals.  In  external  char- 
acters the  two  kinds  are  alike.  They  often  break  into  layers  :  and  tliere  is  besides  a  horizontal 
banding  arising  from  a  succession  ot  very  tliin  non-scparahte  layers,  slightly  differing  in  lustre  or 
shade  of  color.  Cherry  cod  or  soft  coal  (of  England)  is  a  non-caking  coal  igniting  well  and  burn- 
ing rapidly,  while  splint  or  Imrd  coal  ignites  less  readily,  burns  less  rapidly,  owing  to  the  smaller 
amount  of  volatile  matter.  Coals  which  do  not  cake  on  burning  are  called  jree-hurning  coals 
while  the  caking  are  called  hiridtng  coals. 

0.  Oan-N'EL  Coal  (Parrot  Coal).  A  variety  of  bituminous  coaL  and  often  caking;  but  differing 
from  the  preceding  in  texture,  and  to  some  extent  in  composition,  as  shown  by  its  products  ot 
distillation.  It  is  compact,  with  little  or  no  lustre,  and  without  any  appearance  of  a  bande-i 
structure ;  and  it  breaks  with  a  ccnchoidal  fracture  and  smooth  surfaces :  color  dull  black  or 
grayish-black.  On  distillation  it  affords,  after  drying,  -iO  to  66  of  volatile  matter,  and  the  material 
volatilized  includes  a  large  proportion  of  burning  and  lubricating  oils,  much  larger  than  the  above 
kinds  of  bituminous  coal ;  whence  it  is  extensively  used  for  tlie  manufacture  of  such  oils  It 
graduates  into  oil-producing  coaly  shales,  the  more  compact  of  which  it  much  resembles.  The 
original  Parrot  coal  is  a  cannel  from  near  Edinburgh,  which  burns  with  a  crackling  noise,  whence 
the  name  (^Percy);  and  Horn  coal,  a  kind  from  South  Wales,  which  emits  when  burning  something 
of  the  odor  of  burning  horn. 

6.  ToEBAXiTE.  A  variety  of  cannel  coal  of  a  dark  brown  color,  yellowish  streak,  without  lustre, 
having  a  subconchoidal  fracture  ;  H.  =  2*25  ;  G-.  =  11T  — 1 -2.  Yields  over  60  p.  c.  of  volatUe  mat- 
ter, and  is  used  for  the  production  of  burning  and  lubricating  oils,  paraffin,  illuminal^ng  gas, 
Named  from  ihe  locahty  at  Torbane  Hill,  near  Bathgate  in  Linhthgowshire,  Scotland.  Also  called 
Boghead  Cannel  (see  p.  742 ). 

7.  Brown  Coal  (Braunkohle  Germ.,  Pechkohle  pt.  Germ.,  Lignite).  The  prominent  character- 
istics of  brown  coal  have  already  been  mentioned.  They  are  non-caking,  but  afford  a  large 
proportion  of  volatile  matter.    They  are  sometimes  pitch-black  (whence  Pechkohle  pt.  Germ.]. 

but  often  rather  dull  and  brownish-black.  G.  =  1'15— 1*3  ;  sometimes  higher  from  impurities,  li  ^ 
is  occasionally  somewhat  lamellar  in  structure. 

Brown  coal  is  often  called  lignite.  But  this  term  is  sometimes  restricted  to  masses  of  coal 
which  still  retain  the  form  of  the  original  wood.  Jet  is  a  black  variety  of  brown  coaL  compact  in 
texture,  and  taking  a  good  pohsh,  whence  its  use  in  jewelry. 

8.  Earthy  Brown  Coal  (Erdige  Braunkohle)  is  a  brown  friable  material  sometimes  forming 
layers  in  beds  of  brown  coal  But  it  is  in  general  not  a  true  coaL  a  considerable  part  of  it  being 
soluble  in  ether  and  benzole,  and  often  even  in  alcohol ;  besides  atibrding  largely  of  oils  and 
paraffin  on  distillation.  For  a  notice  of  "  coal of  this  kind  see  under  Leucopetrite,  p.  748 
Such  a  coal  is  sometimes  called  wax  coal,  and  paraffin  coal  (Wachskohle,  Paraffinkohle,  Germ.  \ 
See  al.50  Bathvillite.  p.  742. 

9.  Mes'ERAl  Charcoal.  Fibrous  charcoal-like  substance  often  found  covering  the  surfaces 
between  layers  of  coal,  and  observed  in  coal  of  all  ages.  It  is  soft,  and  soils  the  fingers  hke 
charcoal    One  variety  of  it  is  a  dry  powder. 

Comp. — Most  mineral  coal  consists  mainly,  as  the  best  chemists  now  hold,  oxygenated  hydro- 
carbons. On  page  742  it  is  showTi  that  the  kind  of  cannel  coal  called  Urrhanite  and  the  sub- 
stance bathiillite  are  closely  related  in  composition,  as  well  as  insolubility,  to  the  species  of  the 
Succinite  group :  and  it  is  probable  that  other  cannel  coals  contain  this  or  some  related  compound ; 
and  that  oil-producing  (not  oil-bearing)  shales  include  a  similar  kind  of  hydrocarbon.  The  ordinary 
bituminous  coals  often  have  10  to  15  p.  c.  of  oxygen,  and  maybe  of  analogous  composition,  thotigh 
differing  much  in  the  precise  constitution -jf  these  hydrocarbons,  some  containing  such  as  produce 
a  pasty  fusion  or  incipient  decomposition  when  heated  (caking),  and  others  such  as  undergo  no 
semi-fusion  (non-caking).  The  brown  coals,  in  which  there  are  2it  to  35  p.  c.  of  oxygen,  must 
include  other  kinds  of  oxygenated  hydrocarbons,  of  the  insoluble  kinds.  But  microscopic  exam- 
inations appear  to  show  that  woody  fibre  is  present  in  it  in  various  stages  of  alteration. 

Besides  oxygenated  hydrocarbons,  there  may  also  be  present  simple  hydrocarbons  (that  is,  con- 
taining no  oxygen ).  This  would  seem  to  follow  from  the  small  percentage  of  oxygen  (2 — 3  p.  c.)  in 
the  Tyneside  canneL  while  the  hydrogen  is  as  large  in  amount  as  in  any  cannel  or  bituminous  coals. 
And  there  are  various  bituminous  coals,  low  in  oxygen,  that  suggest  the  same  conclusion.  At  pres- 
ent, however,  chemistry  knows  of  no  simple  hydrocarbons  that  are  insoluble  in  naphtha  and  benzole. 

The  presence  of  free  carbon  is  naturaUy  inferred  from  the  composition  of  coals  like  the  anthra- 
cites, which  afford  very  little  volatOe  matter.  But  even  these  coals  contain  ordinarily  To  to  2*5 
p.  c.  of  each  oxygen  and  hydrogen  ;  and  Berthelot  holds  that  they  are  hydrocarbon  compounds 
like  other  coals.  It  is  remarkable  that  in  one  of  the  analyses  of  anthracite  from  Piesberg,  Han- 
over (anal.  4),  no  oxygen  whatever  was  found,  while  there  were  2-23  p.  c  of  hydrogen. 
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Tlu!  portion  of  coal  soluble  in  naphtha  or  benzole,  although  small  in  am  mnt,  indicates  the  pic- 
senoe  of  other  hydrocarbons — simple  or  oxygenated— oils  or  resins.  Their  nature  remains  to  be 
ascertained.  Fyfe  obtained  by  means  of  naphtha,  from  the  Torbane  mineral,  1"2  and  I'-i  p.  c. ; 
from  eann'el  coal,  2 — 4  p.  c. ;  and  from  Newcastle  caking,  in  three  experiments.  4*2,  5*8,  9*8  p.  c! 
ol'  soluble  material.  These  results  do  not  accord  with  the  ordinary  statements  with  regard  to  the 
insolubility  of  coal,  and  the  subject  needs  far  more  extended  study. 

Under  microscopic  examination,  when  in  thin  slices,  many  bituminous  coals  (including  most 
caunel  coals,  the  gas  coals  of  N"ova  Scotia,  Pelton,  etc.)  are  seen  to  consist  of  three  kinds  of  material, 
as  first  observed  by  Hutton  (G-eol.  Soc.  Loudon,  1832-33),  and  further  more  particularly  by  Dr. 
Aitken  of  Glasgow  (Ronalds  &  Richardson,  Chem.  Techu.,  i.  778). 

(1)  An  opaque  black  substance,  which  is  insoluble  in  acids  as  well  as  other  menstrua,  and,  as 
suggested,  may  be  free  carbon  (?).    It  is  stated  to  be  the  main  constituent  of  anthracite. 

(2)  A  yellow  or  reddish  resin -like  substance,  which  is  translucent  or  transparent,  volatile  by 
heat,  and  insoluble  in  naphtha,  muriatic  and  nitric  acids. 

(B)  Earthy  matter,  which  is  more  or  less  soluble  in  water,  and  is  earthy  impurity. 

The  resin  like  material.  No.  2,  may  well  be  a  species  of  the  Succinite  group  (see  above).  In 
many  pitchy  bicuminous  coals  it  is  impossible  to  make  out  the  structure  here  described,  on 
account  of  their  opacity.  Some  Nova  Scotia  coal  contains  yellow  matter,  which  is  soluble  in 
ether,  and  slightly  so  in  turpentine  and  nitric  acid;  and  the  same  is  true  of  that  of  the  Pelton 
coal.    Many  broiun  coals,  as  ihe  Bovey,  show  the  structure  above  described. 

Coals  often  contain  renns  disseminated  in  visible  points  through  the  mass,  which  may  or  may 
not  V)e  of  soluble  kinds. 

Sulphur  is  present  in  nearly  all  coals.  It  is  supposed  to  be  usually  combined  with  iron, 
and  when  the  coal  affords  a  red  aslc  on  burninfj,-,  there  is  reason  for  believing  this  true.  But 
Percy  mentions  a  coal  from  New  Zealand  (anal,  lb)  which  gave  a  peculiarly  white  ash,  although 
containing  2  to  3  p  o.  of  sulphur,  a  fact  showing  that  it  is  present  not  as  a  sulphid  of  kon,  but 
as  a  constituent  of  an  organic  compound.  The  discovery  by  Church  of  a  rtsin  containing  sul- 
phur (see  Tasmaxite,  p.  746),  gives  reason  for  inferring  that  it  may  exist  in  this  coal  in  that 
state,  although  its  presence  as  a  constituent  of  other  organic  compounds  is  quite  possible. 

The  presence  of  'nitrogen,  sometimes  2  p.  c,  proves  the  presence  of  nitrogenous  hydrocarbons ; 
but  of  what  nature  is  unknown. 

The  above  review  of  the  composition  of  coal  shows  that  as  yet  very  little  is  known  as  to  its 
actual  constituents  ;  and  that  no  analyses  to  determine  them  can  be  satisfactory  which  are  not 
carried  forward  by  the  aid  of  the  microscope,  and  by  the  preparatory  separation  of  the  coal  into 
parts,  as  far  as  possible,  by  different  menstrua,  and  the  separate  analyses  of  these  parts. 

The  impurities  present,  which  constitute  the  ash  of  the  coal,  consist  of  silica  or  quartz,  oxyd  of 
iron,  clay,  and  other  aluminous  silicates,  or  such  ingredients  as  make  up  the  mud  and  clay  of  fine 
soil  or  alluvium ;  also  some  silica,  potash,  and  soda,  derived  from  the  original  vegetation.  The 
ash  in  the  purest  mineral  coal  amounts  to  but  0'25  to  1  p.  c. ;  but  in  that  which  passes  for  the 
best  there  are  ordinarily  5  to  8  p.  c. ;  and  in  most  that  is  used  for  fuel  there  are  8  to  15  p.  c. 

Analyses  :  Anthracite.  1,  Regnault  (Ann.  d.  M.,  III.  xii.);  2-4,  Hilkenkamp  &  Kempner  (Steink. 
Deutsjhl.,  ii.  284,  1865) ;  5,  Regnault  (1.  c.) ;  6,  7,  J.  Percy  (Proc.  G-.  Soc,  i.  202,  Metargy.  105,  1861). 

Caking  coat,.  8-10,  Stein  (Steink.  Sachs.,  1857);  11,  Regnault  (1.  c);  12,  13,  Dick  (Percy's 
Met.,  99);  14.  C.  Tookey  (ib.);  15-17,  Noad  (ib.):  18,  C.  Tookey  (ib.);  19-21,  Regnault  (1.  c.) ; 
22,  23,  Marsiliy  (C.  R,  xlvi.  891). 

Non-caking.  24,  Reg-uault  (I.  c);  25,  Nendtvich  (Ber.  Ak.  Wien,  1851);  26,  27,  A.  Dick 
(Percy's  Met.,  102;;  28.  29,  Rowney  (Ediub.  N.  Phil.  J.,  ii  141,  1855);  30,  Stein  (1.  c);  31-34, 
Marsiliy  (I.  c);  35,  E.  Riley  (Percy's  Met.,  102). 

Whether  caking  or  not,  not  stated.    36-39,  Pleck  (Steink.  Deutschl.,  ii.  272,  1865). 

Cannelcoal.  40,  Regnault  (1.  c);  41,  Vaux  (J.  Ch.  Soc,  L  320);  42,  Taylor  (Edinb.  N.  Phil. 
J.,  1.  145,  185!). 

Torhanite.  43,  Anderson  (Greg  &  Lettsom,  Min.,  17);  44,  Hofmann  (ib.);  45,  Stenhouse  (ib.); 
46,  Fife  (ib.);  47,  Metter  (J.  pr.  Ch.,  Ixxvii.  38). 

Brown  coal.  48-51,  Regnault  (1.  c);  52,  F.  Vaux  (J.  Ch.  Soc,  v.  1,  318,  1849);  53,  Nendtvich 
(1.  c);  54,  Grager  (Jahresb.  1848,  261);  55,  Schrotter  (Jahresb.  1849,  708);  56,  Baer  ( Jahresb. 
1852,  783);  57,  F.  Bischof  (B.  H.  Ztg.  185o,  69);  58,  Wagner  (Polyt.  Centralbl.  1847,  1496);  59 
F.  Bischof(l.  c);  60,  Liebig  (Kenngott,  1852,  257);  61,  Woskresseusky  (ib.). 

Mineral  charcoal.    62-65,  Dr.  Rowney  (L  c). 


AniJiraciie. 

P.  c,  ash  excluded. 
C      H    0      N    Ash  C      H  0 

1.  S.  Wales,  ^n//ir.        92-56  3-33  2-53    1-58  94-05  3-38  2-57  Regnault 

2.  Piesberg,  Hanover     90  40  1-90      1  73       6-04  96-14  2-02  1'84"  H.  &  K- 
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H 

0 

N 

S 

Ash 

C 

n 

0 

Coke 

3.  Piesbfcrg,  Hanover 

87-96 

1-97 

0-61 

9-31 

97-15 

2-17 

0-65° 

—  II.  &  K 

4. 

91-14 

2-08 

6-81 

97-77 

2-23 

— 

—  II.  &K 

5.  Pennsylvania 

90-45 

2-43 

2-45 

4-67 

94-89 

2-55 

2-56 

— 

 Rt. 

6. 

92-59 

2-63 

1-61 

0-92 

2-25 

94-72 

2-69 

2  •58'' 



  P. 

1. 

84-98 

2-45 

115 

1-22 

10-20 

94-64 

2-73 

2-64 



 P. 

Caking  Coals. 

8.  Zwickau 

76-59 

4-12 

12-87 

0-33 

0-81 

6-()0 

81-47 

4-38 

13-71 

0-35 

54-04  St. 

9. 

72-27 

4-16 

10-73 

0-34 

0-88 

12-50 

82-59 

4-76 

12-26 

0-39 

77-29  St. 

10.  Planifcz 

81-23 

4-43 

9-86 

0-21 

0-55 

4  25 

84-84 

4-63 

10-74 

0-23 

63-89  St. 

1  ] .  Epinac 

81-12 

5-10 

11-25 

2  53 

83-22 

5-23 

11-55 

63-6  Rt. 

12.  Northumberland 

78-65 

4  65 

14-21 

0  55 

2-49 

80-54 

4  76 

14-70" 

 Dk. 

18. 

82-42 

4-82 

11-97 

0-86 

0-79 

83-73 

4-90 

11-37" 

 Dk. 

14. 

78-69 

6-00 

l()-07 

2-87 

1-51 

1-36 

81-01 

6-17 

10-38 

2-44 

 T. 

15.  Blama,  S.  W. 

82-56 

0-86 

8-22 

1-65 

0-75 

1-46 

84-42 

5-48 

8-40 

1-70 

 Xd. 

16. 

83-44  -5-71 

5-93 

1-66 

0-81 

2-45 

86-25 

5-90 

6-13 

1-72 

 Xd. 

17.  " 

83-00 

6-18 

4-58 

1-49 

0-75 

4-00 

87-14 

6-49 

4-Sl 

1  -56 

 Xd. 

18.  K  Zealand 

79-00 

5-35 

7-71 

0-89 

2-50 

3-50 

84-90 

5'75 

8-29 

0-96  64-32  T. 

19.  Rive-de-Gier 

82-04 

5-27 

9-12 

3-57 

85-08 

5-46 

9-46" 

72-0  Rt. 

20. 

87-45 

5-14 

3-93 

1-70 

1-78 

89-04 

5-23 

5-73" 

68-0  Rt. 

21.  Alais 

89-27 

4-85 

4-47 

1-41 

90-55 

4-92 

4-53" 

78-0  Rt. 

22.  Valenciennes 

84-84  5-53 

6-83 

2-80 

87-28 

5-69 

7-03" 

67-75  M. 

23.  Pas-de-Calais 

86-78 

4-98 

5-84 

2-40 

88-91 

5-10 

5-99" 

77-05  M. 

Nbn- Caking  Coals. 


24.  Bianzy,  France 

76-48 

5  23 

16-01  

2-28 

78-26 

5-35 

16-39" 

57-0  R. 

25.  Hungary 

0-74 

1  55 

76-37 

3-92 

17-70" 

70 -60  Xli. 

26.  S.  Staffordshire 

76-40 

4-62 

17-4:]"  — . 

0-55 

1  -55 

77-68 

4-69 

17-62" 

  Dk. 

27, 

72-13 

4-32 

17-11"  

0-54 

6-44 

77-32 

4-67 

17-U9 

  Dk. 

28.  Scotland 

76-08 

5-31 

13-33  2-09 

1-23 

1-96 

78-59 

5-49 

13-77 

2-15 

 Ry. 

29.  " 

80-93 

5-21 

10-91  1-57 

0-68 

6-75 

82-06 

5-29 

11-06 

1-59 

 Ry. 

30.  Zwickau 

80-25 

4-01 

10-98  0-49 

2  99 

1-57 

83-82 

4-19 

11-47 

0-51 

69-59  St. 

31.  Mons,  Prance 

82-95 

5-42 

10-93   

0-70 

83-53 

5-46 

11-01 

63-58  M. 

32.     *'  " 

82-91 

5-22 

10-13   

1-74 

84-38 

5-31 

10-31 

66-96  :M. 

33.  Pas-de-Calais 

82-68 

4-18 

4-54  

8-60 

90-46 

4-57 

4-97 

87-62  M. 

34.  Valenciennes 

90-54  3-66 

2-70   

3-10 

93-44 

3-78 

2-78 

93-17  M. 

35.  Dowlais,  S.  Wales 

89-33 

4-43 

3-25  1-24  0-55 

1-20 

90-93 

4-51 

3-30 

1-26 

  R. 

36.  Zwickau 

80-47 

5-54 

12-55 

1-44 

81-65 

5-62 

12-73" 

 Fk. 

37.  " 

75-59 

2-90 

14-44 

7-06 

81-34 

3-18 

15-48 

 Fk. 

38.  Lugau 

76-75 

4-85 

13-48 

4-92 

80-72 

5-10 

14-72 

 Fk. 

39.  Littitz,  Bohemia 

75-69  4-89 

16-33 

3-08 

78-09 

5-05 

16-86 

 Fk. 

Cannel  Coal. 

40.  Wigan 

84-07 

5-71 

7-82   

2-40 

85-81 

585 

8-34 

59-0  Rt. 

41.  " 

80-07 

5-53 

8-10  2-12 

1-50 

2-70 

82-29 

5-68 

8-31 

 Vx. 

42.  Tyneside 

78-06 

5-80 

312  1-85 

2-22 

8-94 

87-86 

6-53 

2-53 

2-03 

  Tr. 

Torbanite. 

43.  Torbane  Hill 

64-02 

8-90 

5-66  0-55 

0-50 

20-32 

80-39 

11-17 

7-12 

1-32 

 And 

44.  " 

65-66 

8-90 

6-34 

19-10 

81-17 

11-01 

Vi 

52 

 Hu. 

45.       "  " 

65  5 

9-0 

6-0 

19-5 

81-35 

11-18 

7-45 

 St. 

46.        "  " 

60-25 

8-80 

3  60  1-50 

0-13 

25-6 

81-12 

11-85 

4-84 

2-19 

 Fife 

47.       "  " 

80-56 

12-17 

5-82 

1-45 

 M. 

Brown  Goal. 


48.  Dax.  Prance  70-49  5-59       18-93    4-99 

49.  Bouches-du-Rhone   63-88  4-58       18-11    13-43 


74-19  5-88  20-13" 
73-79  5-29  20  92" 


 49-1  Rt 

  41-1  Bt 


7^8 


HYDEOCAKBON  COMPOTIXDS. 


G 

H  0 

S 

Ash 

C 

H 

0 

Coke 

50 

I J  esse  Ca.^sei 

71-71 

4-85  21-67 

— 

1-77 

73-00 

4-93 

22  07" 

48-5  Regnault 

51. 

Basses  Aipes 

70-02 

5-20  21 

77 



3-01 

72-19 

5-36 

22-45° 

49  5  Regnault 

52. 

Bovey 

66-81 

5-63  22-86 

U'57 

2-3ti 

2-27 

67-85 

575 

23-39 

30-79  Vaux. 

5H. 

Oedenburg,  Hung. 

0-91 

2-39 

7U-84  4-71 

24-44'> 

 Nendtv. 

54. 

Meissen,  Sax. 

58-90 

5-36  21-63 

6-61 

7-50 

68-58 

6-24 

25-18" 

 Grrager. 

55. 

Glogg-nitz,  Austr. 

o7-71 

4-49  22-14 

8-12 

12-54 

68-42 

5  38 

26-25" 

 Schrotter. 

56. 

"Wittenberg 

64-07 

5-03  27-55 

3-:s5 

Gi)-29 

5-20 

28-51" 

 Baer. 

57. 

Teuditz,  Prussia 

54-02 

5-2S  27-90 

12-80 

61-95 

6-06 

31-99" 

 Bischof. 

58. 

49-91 

5-20  32-42 

12-47 

57  02 

5-94 

87-04" 

 Wagner 

59. 

Loderburg,  " 

55-30 

4-90  31-95 

7-85 

60-.»l 

5-31 

34-G8 

 Biscliof. 

60.  Laubach,  H.Darmst.  57-28  6-08  3610 

0-59 

57-62 

6-07 

86-31 

 Liebig, 

61. 

Irkutsk 

47-46 

4-56  33-U2 

14-95 

55-81 

5-36  38-83 

 Woskr. 

Mineral  Charcoal. 


62.  Glasgow, ^&roM5  82-97  3-34  6-84  0-75 

63.  Stonelaws,  gfrawtt^ar  72-74  2-84  5-83 

64.  Ayrshire,  ^6roMS  73-42  2-94  8  25 

65.  Fjfeshire,   "  74-71  2-74  7*67 


  6-08  88-36  3-56  7-28,  IST  0-80  Rownej: 

  19  08  89-89  2-89  7-21"  Ro^y. 

  15-39  86-7 S  3-47  9-75"  Rowney. 

  14-86  87-78  3-21  9*01"  Rowney. 


Specific  gravity  of  No.  8,  1-298;  No.  9,  1-275;  No.  10,  1-280;  No.  ]9,  1-288;  No.  20,  1-298; 
No.  21,  1-822;  No.  24,  1-362;  No.  25,  1-366;  No.  80,  1-800;  No.  40,  1-317  ;  No.  41,  1-276;  No. 
4-2,  1-316;  No.  52,  1-129;  No.  53,  1*280;  No.  55,  1-364;  No.  57,  l-2ri3  ;  No.  59,  1-219. 

The  brown  coals  contain  a  large  percentage  of  water;  No.  52  gave  34-66  p.  c. ;  No.  53,  18-60; 
No.  55.  25-15;  No.  56,  17-26;  No.  57,  48-6u ;  No.  59,  49-50. 

Much  the  larger  part  of  the  above  analyses  are  cited  from  Percy's  excellent  chapter  on  coal  in 
his  Metallurgy  (1861).    The  index  "  signifies  that  the  nitrogen  is  included  with  the  oxygen. 

Professor  W.  R.  Johnson  obtained  the  follo\ving  results  in  his  examinations  of  some  American 
coals  (Rep.  on  Coals  to  Congress,  1844) : 


Vol.  Combust. 

■Fixed 

Ash  and 

G. 

Matter. 

Carbon. 

CUnkers. 

1.  Pennsylvania,  Anthracite 

1-590- 

-1-610 

3-84 

87-45 

7-37 

2.  Maryland  free-burning  biium.  coal 

1-3  - 

-1-414 

15-80 

73-(Jl 

9-74 

3.  Pennsylvania       "  " 

1-3  - 

-1-407 

17-01 

68-82 

13-35 

4.  Virginia             "  " 

1-29  - 

-1-45 

36-63 

50-99 

10-74 

5.  Pittsburg,  biium. 

6.  Cannelton,  Ind.,  *' 

1-252 

36-76 

54-93 

7-07 

1-273 

33-99 

58-44 

4-97 

7.  Pictou,  Nova  Scotia 

1-318 

27  83 

56-98 

13-39 

8.      "  » 

1-325 

25-97 

60-74 

12-51 

Coal  occurs  in  beds,  interstratified  with  shales,  sandstones,  and  conglomerates,  and  sometimes 
limestones,  forming  distinct  layers,  which  vary  from  a  fraction  of  an  inch  to  80  feet  or  more  in  thick- 
ness. In  the  United  States,  the  anturacites  occur  east  of  the  Alleghany  range,  in  rocks  that  have 
undergone  great  contortions  and  fracturings,  while  the  bituminous  are  found  farther  west,  in  rocks 
that  have  been  less  disturbed  ;  and  this  fact  and  other  observations  have  led  some  geologists  to 
the  view  that  the  anthracites  have  lost  their  bitumen  by  the  action  of  heat.  For  observations  on 
the  geological  relations  of  coal  beds,  reference  may  be  made  to  geological  treatises. 

The  origin  of  coal  is  mainly  vegetable,  though  animal  life  has  contributed  somewhat  to  the 
result.  The  beds  were  once  beds  of  vegetation,  analogous,  in  most  respects,  in  mode  of  formation 
to  the  peat  beds  of  modern  times,  yet  in  mode  of  burial  often  of  a  very  different  character.  This 
vegetable  origin  is  proved  not  only  by  the  occurrence  of  the  leaves,  stems,  and  logs  of  plants 
in  the  coal,  but  also  by  the  presence  throughout  its  texture,  in  many  cases,  of  the  forms  of  tlie 
original  fibres ;  also  by  the  direct  observation  that  peat  is  a  transition  state  between  unaltered 
vegetable  debris  and  brown  coal,  being  sometimes  found  passing  completely  into  true  brown  coal. 
Feat  differs  from  true  coal  in  want  of  homogeneity,  it  visibly  containing  vegetable  fibres  only 
partially  altered ;  and  wherever  changed  to  a  fine-textured  homogeneous  material,  even  though 
hardly  cousohdated,  it  may  be  true  brown  coal. 

The  derivation  of  coal  from  woody  fibre  has  been  explained  in  a  general  way  on  page  754. 
From  the  statements  there  made  it  is  obvious  that  the  vegetable  material,  in  changing  to  ordinary 
mineral  coal,  has  not  passed  necessarily  through  the  stage  of  brown  coal.    When  the  material 
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was  long  steeped  in  water,  and  buried  under  fine  mud  so  as  to  exclude  almost  entirely  atmospheric 
air,  the  decomposition  in  progress  ma}^  have  carried  oil'  most  of  the  oxygen  by  its  coinbinatioo 
with  the  carbon  of  tlie  plants,  to  form  carbonic  acid.  Thus  it  happened  probably  with  the  canael 
coals,  as  explained  by  Xe  v berry,  and  also,  though  in  general  less  pert'eetly,  with  inosi  of  tlie  best 
bituminous  coals.  But  when  the  bed  had  as  free  access  to  the  air  as  oe-curs  in  tlie  case  of  peat 
beds,  there  would  have  been  a  loss  of  carbon  and  hydrogen  as  marsli-gas.  and  also,  probably, 
through  combination  wnth  external  oxygen,  forming  carbonic  acid  and  water,  wliile  a  large  part  of 
the  oxygen  would  remain.  Between  these  extr-.'mcs.  of  excluded  air  and  very  impiaiVctly  excluded, 
and  ot  pressure  from  heavy  superiucumbeut  eartliy  beds  and  little  or  no  pressure,  lie  the  condi- 
tions which  attended  the  origin  of  the  various  kinds  of  coal,  and  determined,  in  connection  with 
the  nature  of  the  vegetation  itseltj  the  transtbrmations  in  progress. 

Extensive  beds  of  mineral  coal  occur  in  Great  Britain,  covering  about  the  whole  area,  or 
11,^59  square  miles;  in  France  about  j^uj  or  1719  sq.  m. ;  in  Spain  about  y-^i.  or  3408  sq.  m. ; 
in  Belgium  .,''2^  or  sq.  m. ;  in  Netherlands,  Prussia.  Bavaria,  Austria,  northern  Italy,  Silesia, 
Spain,  Russia  on  the  south  near  the  Azof,  and  also  in  the  Altai.  It  is  found  in  Asia,  abundantly 
in  China,  in  Persia  in  the  Cabul  territory,  and  iu  the  Khorassan  or  northern  Per:^ia.  in  Hindos- 
tau,  north  of  the  Guh' of  Cutch,  in  tne  province  of  Bengal  (the  Burdwan  coal  held)  and  Upper 
Assam,  m  Borneo,  Labuan,  Sumatra,  several  of  the  Philippines,  Formosa,  Japan,  Xew  South 
Wales  and  other  parts  of  Austraha,  New  Zealand,  Kergueleu's  Land  ;  in  America,  beside.'j  the 
United  States,  in  ChUi,  at  the  Straits  of  MageUan,  northwest  America  on  Vancouver's  Island 
near  the  harbor  of  Camosack,  at  Bellingham  Bay  ia  Puget's  Sound,  at  MelviUe  Island  in  the 
Arctic  seas,  and  in  the  British  Provinces  of  Nova  Scotia,  New  Brui.swick,  and  Newfound- 
laud. 

In  the  United  States  there  are  four  separate  coal  areas.  One  of  these  areas,  the  Appalachian 
coal  field,  commences  on  the  north,  in  Pennsylvania  and  southeastern  Ohio,  and  sweeping  south 
over  western  Virginia  aud  eastern  Kentucky  and  Tennessee  to  the  west  of  the  Appalachians,  or 
partly  involved  iu  their  ridges,  it  continues  to  Alabama  near  Tuscaloosa,  where  a  bed  of  coal  has 
been  opened.  It  has  been  estimated  to  cover  (iO,UOi)  sq.  m.  It  embraces  several  isolated  patches 
iu  the  eastern  half  of  Pennsylvania.  The  "whole  surface  in  Pennsylvania  has  been  estimated  at 
15,4oT  sq.  m.,  or  ^  the  whole  area  of  the  State.  A  second  coal  area  (^the  Illinois)  lies  adjoining 
the  Mississippi,  and  covers  the  larger  part  of  Ihinois,  though  much  broken  into  patches,  and  a 
small  northwest  part  of  Kentucky  ;  it  is  continued  westward  over  a  portion  of  Iowa,  Missouri, 
Kansas,  Arkansas,  and  northern  Texas  west  of  the  Mississippi.  The  latter  area  is  divided  along 
the  Mississippi  by  a  narrow  belt  of  Silurian  rock;  the  whole  area  is  about  the  same  v.'itli  that  of 
the  Appalachian  coal  field.  A  third  co/ers  the  central  portion  of  Michigan,  not  far  from  oOUU  sq. 
m.  in  area.  Besides  these,  there  is  a  smaller  coal  region  (a  fourth)  in  Khode  Island,  which  crops 
out  across  the  north  end  of  the  island  of  Rhode  Island,  and  appears  to  the  northward  as  iar 
as  Mansfield,  Massachusetts.  The  total  area  of  coal  measures  in  the  United  States  is  about 
125,U.iu  sq.  m. 

Out  of  the  borders  of  the  United  States,  on  the  northeast,  commences  a  fifth  coal  area,  that 
of  Nova  Scotia  and  New  Brunswick,  which  covers,  in  connection  with  that  of  Newfoundland, 
18,000  sq.  m.,  or  g  the  whole  area  of  these  provinces. 

The  mines  of  western  Pennsylvania  commencing  with  those  of  the  Blossburg  basin,  Tioga  Co., 
those  of  the  States  west,  and  those  of  Cumberlana  or  Frostburg,  Maryland.  Richmond  or  Ches- 
terfield, Va.,  and  other  mines  south,  are  bituminous.  Those  of  eastern  Pennsylvania  constituting 
several  detached  areas — one.  the  Scliuylkdl  coal  field,  on  the  south,  worked  principally  at  Mauch 
Chunk  on  the  Lehigh,  and  at  PottsviUe  on  the  Schuylkill— another,  the  Wijonung  coal  field, 
worked  at  Carbondale,  in  the  Lackawanna  region,  and  near  Wyoming,  besides  others  interme- 
diate—those of  Rhode  Island  and  Massachusetts,  and  some  patches  in  Virginia,  are  anfhrac/les. 
Cannel  c  )al  is  found  near  Greeusburg,  Beaver  Co.,  Pa.,  in  Kenawha  Co.,  Va.,  at  Peytona,  etc. ; 
also  in  Kentucky,  Ohio,  lUinois,  Missouri,  and  Indiana ;  but  part  of  the  so-called  cannel  is  a  coaly 
shale. 

In  England,  the  principal  coal  fields  are  the  Manchester  of  Lancashire  and  Cheshire ;  the 
Great  Central  of  South  Yorkshire,  Nottingham,  and  Derby;  that  of  South  Wales,  Glamorgan- 
shire, etc. ;  the  Newcastle  field  of  northern  England.  In  Scotland,  a  range  of  beds  extends 
across  from  the  Firth  of  Forth  to  the  Firth  of  Clyde  ;  whole  area  1G.3U  sq.  m.  In  Ireland,  the 
three  are  the  Limerick  fields  about  the  mouth  of  the  Shannon,  the  Kilkenny  fields  to  the  east- 
Avard,  and  that  of  Ulster  on  the  north.  Cannel  coal  occurs  in  Great  Britain  at  Lesmahago  in 
Lanarkshire,  about  20  m.  from  Glasgow;  also  near  Wigan  in  Lancashire,  and  West  Wemyss  in 
Fyfe. 

Mineral  coal  occurs  in  France,  in  smah  basins,  88  in  number,  and  covering  in  all,  according  to 
Taylor,  jxy  of  the  whole  surface.  The  most  important  are  the  basin  of  the  Loire,  between  the 
Loire  and  the  Rhone,  and  that  of  Valenciennes  on  the  north,  adjoining  Belgium.  In  Belgium,  it 
occupies  a  western  and  eastern  division,  the  western  in  the  provinces  of  Namur  and  Hainault< 
and  the  eastem  extending  over  Liege. 
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Bro-mi  coal  comes  from  coal  beds  more  recent  tlian  those  of  the  Carboniferous  age.  But  m\ic\ 
of  this  more  recent  coal  is  not  distinguishable  from  other  bituminous  coals.  The  csal  of  Rich 
mond,  Virginia,  is  supposed  to  be  of  the  Liassic  or  Triassic  era;  the  coal  of  Brora,  in  Sutherland, 
and  of  Bovey,  York^ihire,  is  Oolitic  in  age.  Tertiary  coal  occurs  on  the  Cowlitz,  in  Oregon 
(anal.  14),  and  in  many  places  over  the  eastern  slopes  of  the  Rocky  Mountains,  where  a  Lig- 
nitic  formation  "  is  very  widely  distributed ;  but  it  is  rarely  in  beds  of  economical  importance. 

The  coal  known  to  the  Greeks  and  Romans  was  probably  brown  coal.  The  first  sentence,  in 
the  synonymy,  from  Aristotle  evidently  alludes  to  mineral  coal  of  some  kind  ;  and  the  first  of  the 
two  cited  from  Theophrastus  (a  favorite  pupil  of  Aristotle)  refers  to  a  similar  substance,  and  per- 
haps the  same  specimens.  The  locality  of  the  latter,  Liguria  (or  northwestern  Italy  along  the 
Mediterranean),  where,  he  adds,  there  also  is  amber,  may  be  taken  with  some  freedom,  as  articles 
brought  by  vessels  trading  with  Ligurian  ports,  even  though  coming  from  French  ports  beyond, 
might  be  referred  to  Liguria.  Elis,  on  the  way  to  Olympias,  is  given  as  another  locality.  The 
sentence  ends  with  the  statement  that  '•  these  coals  are  used  by  the  smiths,"  showing  that  the 
value  of  the  substance  as  fuel  was  well  understood  at  the  time  (4th  century  B.C.).  Theophrastus  say3 
further,  that  it  will  continue  to  burn  as  long  as  any  one  blows  it,  but  on  stopping  it  deadens,  but 
may  be  made  to  burn  again :  and  that  it  burns  with  a  strong  disagreeable  odor.  The  second  cita- 
tion from  each,  Aristotle  and  Theophrastus,  relates  to  a  similar  coal.  The  locahty,  in  Thrace, 
identifies  it  with  the  Thrcu-ian  stone  of  Dioscorides  and  Phny,  the  locality  of  which,  according  to 
the  former  (from  Aristotle),  was  at  Sintia,  on  the  river  Pontus  (on  the  Macedonian  border  of 
Thracia,  to  the  west  of  the  present  Constantinople).  According  to  Dioscorides  and  Pliny  (quot- 
ing further  in  part  from  Aristotle's  "  Wonderful  Things  heard  of"),  water  would  make  the  Thra- 
cian  stone  to  burn,  and  oil  extinguish  it ;  which  is  either  altogether  a  fable,  or  a  partial  truth 
based  ou  somebody's  observation  that  masses  or  pUes  of  impure  pyritiferous  coal  will  become 
hot,  and  sometimes  ignited,  in  consequence  of  being  wet.  Aristotle  mentions  its  bituminous 
odor  when  burning. 

The  Gagates  (whence  our  word  jet)  occurred,  according  to  Dioscorides  and  Pliny,  at  Gagas  or 
Gages,  a  place  in  Lycia  (Asia  Minor).  The  former  describes  it  as  black,  smooth,  and  combustible, 
to  which  Phny  adds,  that  it  was  light,  and  looked  much  hke  wood,  and  that  it  emitted  a  disagree- 
abie  odor  when  rubbed,  and  burned  with  the  smell  of  sulphur.  It  was,  in  part  at  least,  true  lig- 
nite. Lignite  is  common  in  Syria,  in  the  rocks  of  Mt.  Lebanon,  as  near  Beirut;  and  beds  of  coal 
have  been  recently  opened  in  Asia  Minor. 

Some  of  the  works  or  memoirs  on  coal  economically  considered  are  the  following:  Report  to 
Congress  on  Coals,  by  ^^^  R.  Johnson,  1844;  Statistics  of  Coal,  by  R.  C.  Taylor,  8vo,  2d.  ed., 
Philadelphia,  1855;  Report  to  the  British  Government  on  Coals,  by  De  la  Beche  &  Playfair, 
1851 ;  Ronalds  &  Richardson's  Chemical  Technology,  YoL  I.  on  Fuel  and  its  Applications,  London, 
1855;  Percy's  MetaUurgy,  London,  1861;  Chem.  Unters.  d.  Steinkohlen  Sachsen's,  by  W.  Stein, 
Leipzig,  1857  ;  Die  Steinkohlen  Deutscliland's  und  anderer  Lander  Europa's,  etc.,  by  Geinitz, 
Fleck  &  Hartig,  3  vols.,  4to,  Muncheu,  1865. 
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SPECIES  OF  U^s"CEETAm  PLACE  IN  THE  SYSTEM. 

832.  AZORITE.    Xew  mineral  from  the  Azores  /.  K  TescTiemaclier,  Am.  J.  ScL,  II.  iii.  32,  18-47 

Azorite  Dana,  this  Min.,  396,  681,  1850. 

Tetragonal.  In  minute  octahedrons,  with  the  basal  edges  replaced ; 
angle  of  pyramid  (by  reflectiye  goniometer)  123°  15',  M  A  e=133°  40'. 
Cleayage  none. 

TI.=tt — 1*5.  Translucent  to  opaque.  AYhite,  yrith  a  faint  greenish-yel- 
low tinge,  or  colorless.    Yitreous  in  fracture. 

Comp. — According  to  A,  A.  Hayes,  columbate  of  lime.  B.B.  infusible  ;  smaller  crystals  become 
opaque  white  ;  larger  in  outer  flame  reddish,  and  hght  yellow  in  inner.  "With  borax,  on  platinum 
wire,  dissolves  with  extreme  slowness  and  difficulty  to  a  transparent  globule,  sometimes  faint 
greenish ;  with  more  borax  opaque  on  flaming.  With  salt  of  phosphorus  slowly  dissolved,  pro- 
ducing a  faint  green  color. 

Obs. — From  the  Azores,  in  an  albitic  rock,  along  with  black  tourmaline  and  pyrrhite.  First 
distinguished  and  described  by  J.  E.  Teschemacher.  The  largest  crystal  seen  was  but  Uhnesiu 
diameter.  There  is  some  resemblance  in  form  to  crj'ptolite  (p.  529).  but  a  re-examination  of  the 
species  by  Mr.  Hayes  corroborates  his  first  announcement  that  the  mineral  contains  neither  cerium 
nor  phosphoric  acid. 

The  angle  123°  15'  is  near  that  of  zircon,  and  it  is  possible  that  it  is  that  species.  But  Tesche- 
macher says  of  its  hardness,  that  ''it  just  scratches  fluor  spar." 

833.  BREWSTERLINITE.  A  new  fluid  in  the  cavities  of  minerals  D.  Breicsier,  Ed.  Phil. 
J.,  ix.  1823;  Trans.  R.  Soc.  Edinb.,  x.  1,  407,  1826;  Am.  J.  Sci.,  vil  186,  1824,  xii.  214  (with  a 
plate),  1827  ;  PhU.  Mag.,  lY.  xxv.  174,  1863.  BrewsterUne  Dana,  Min.,  559,  1850;  Brewsto- 
line,  ib.,  471,  1854. 

In  a  yacuum  (or  as  it  occurs  in  the  cayities  of  crystals)  a  colorless  trans- 
parent fluid,  adhering  but  slightly  to  the  enclosing  mineral,  and  hence 
yery  yoluble ;  expanding  about  one-fourth  with  an  increase  of  16^^  C.  (30° 
F.),  or  between  10°  aiid"2T°  C.  (50°  and  80°  F.),  21  times  more  expansible 
than  water  ;  index  of  refraction  1'2106,  for  the  fluid  from  an  amethyst  from 
Siberia;  1*1311  for  a  kind  from  a  topaz  ;  boiling  point  in  a  yacuum  from 
23°  to  29°  C.  (74°  to  81°  F.),  the  fluid  tilling  the  cayities  with  the  warmth 
of  the  hand  or  mouth. 

On  exposure  to  the  air  undergoes  rapid  moyements,  spreading  oyer  the 
surface  and  contracting  again,  and  then  dries  to  separate  particles  or  grains, 
which  are  lustrous  and  appear  to  be  opaque,  but  are  transparent  by  trans- 
mitted light ;  by  the  approach  of  moisture,  even  the  moisture  of  the  hand, 
eyen  after  being  dry  for  some  days,  becomes  liquid  again,  and  renews  its 
rapid  moyements.  "  Soluble  without  efl'eryescence  in  sulphuric,  nitric,  and 
muriatic  acids.    Yolatilized  by  heat. 

Comp. — Unknown.  The  effect  of  moisture  on  the  dry  grains  shows  that  the  substance  is  not 
one  of  the  hydrocarbon  oils,  or  a  resin. 

Obs. — Occurs  in  cavities  of  topaz  crystals  from  Brazil,  Scotland  and  Australia,  of  chrysoberyl, 
of  quartz  crystals  from  Quebec,  amethyst  Irom  Siberia,  and  first  described  by  Sir  David  Brewster. 
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The  cavities  are  mor,tly  microscopic,  but  occasionally  J-  in.  across,  or  even  larger.  They  are  gen- 
erally arranged  in  layers,  and  are  sometimes  counted  by  thousands  in  a  single  crystal.  Brewster 
counted  3i).t  00  in  a  chrysoboryl  \  in.  square.  The  strata  run  irregularly  with  reference  to  the 
symmetry  oftlie  crj^stal,  often  intersect  one  another,  and  are  sometimes  curved;  it  is  rare  that 
:j  or  4  strata  are  parallel.  The  very  low  refracting  power,  less  than  that  of  water,  is  a  remarka- 
ble character  of  the  fluid  (tho  refraction  index  of  water  being  l-;5;i6;  of  alcohol  l''A6  \  •  of  ether 
r.!o8;.  The  fluid  from  a  quartz  crystal  from  Quebec,  which  exploded  with  much  force  when 
heated,  had  a  disagreeable  taste. 

In  his  original  memoir  Brewster  states  that  the  fluid  was  32  times  more  expansible  than  water, 
but  in  the  later  reference  to  it  in  1863  (Phil.  Mag.,  1.  c.)  makes  it  21  times. 

The  lower  index  of  refraction,  1-131 1,  obtained  for  the  fluid  of  a  topaz,  is  so  much  below  the 
other,  1-2106,  that  it  may  indicate  a  distinct  species. 

834.  CRYPTOLINITE.    A  new  fluid,  etc.,  Brewster  (see  for  ref ,  Brewsteelinite).  Crypto- 

line  Dana,  Min.,  559,  1850. 

A  colorless  transparent  fluid,  as  observed  in  tlie  cavities  of  crystals,  like 
brewsterlinite,  but  more  dense;  adhering  like  water  to  tlie  enclosing  sur- 
faces ;  expansibility  about  that  of  water  ;  index  of  refraction  l'29i6.  Not 
soluble  in,  or  a  solvent  of,  brewsterlinite,  the  two,  when  occurring  together, 
not  being  miscible. 

On  exposure  to  the  air  hardens  speedily  to  a  resin-like  substance  ;  bril- 
liant in  lustre ;  yellowish  ;  transparent ;  absorbent  of  moisture,  but  much  less 
so  than  brewsterlinite  ;  insoluble  in  water  and  alcohol ;  rapidly  dissolved 
with  effervescence  by  sulphuric  acid,  and  soluble  also  in  nitric  and  muri- 
atic acids  ;  not  volatilized  by  heat, 

Comp. — Nothing  is  known. 

Obs. — Occurs  in  the  same  crystals,  and  generahy  the  same  cavities,  with  brewsterlinite.  This 
denser  of  the  two  fluid.s,  according  to  Brewster,  occupies  the  angles  of  the  cavities,  or  the  necks 
or  narrow  passages  which  unite  two  or  more  large  cavities,  while  the  other  rarer  fluid  floats  on  it, 
and  fills  the  rest  of  the  cavity,  excepting  a  circular  vacuity,  occupied  only  by  this  fluid  in  the 
gaseous  state,  if  at  all. 

835.  HESSENBERGITE.  Hessenbergit  -Kemig.,  Ber.  Ak.  Mlinchen,  1863,  ii.  230.  Sideroxen 

Messenb.,  Min.  Not.,  No.  7,  1866. 

Monoclinic.    fc89°  53'=  0  A  i-i  ;  /A  7=59°  27',  O  A  1-^  =  152°  20i' ; 
a  \h  :  6=0-5984:3  :  1  :  0*570967.    Observed  planes  :  0  ;  vertical, /, 
^'-3,  ^-9  ;  clinodome,  -J-l ;  lieniidomes,  1-^',         3-^,         ;  hemioctahedral, 

3  Q 

■r  ^• 

0  A  7=90°  3i'  f  3  A  ^-3  =  119°  27'  i-i  A       calc.,  =  126°  43' 

0  A  '2^-3=90  6  i-i  A  3-fcl50  51  i-i  A  f-^*,  obs.,  =  127  35 

0  A  l-^=149  0  A  -1-^=149  8  7a  ^=150  IG^ 

Simple  crystals  unknown.  Twins:  composition -face  -l-i\  7  A  7^  =  150° 
39i',  i-i  A  ^-^,  =  118°  2',  OA  0=0,1°  44'. 

II.  =  7—7*5.    Lustre  adamantine.    Colorless,  bluish.  Transparent. 

Comp.— A  silicate  of  undetermined  constituents. 

Pyr.,  etc.— In  a  closed  tube  yields  no  water,  and  is  unchanged.  In  the  platinum  forceps  whitens, 
but  does  not  fuse.  In  borax  melts  without  intumescence.  Heated  with  cobalt  solution  becomes 
gray.    No  action  from  muriatic  acid. 

Obs — Occurs  implanted  on  crystals  of  hematite  {Eisenrose)  at  Mt.  Fibia,  west  of  the  Hospice  of 
Bt.  Gothard.    The  habit  a  little  after  that  of  euclase. 
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Named  after  F.  Hessenberg,  the  crystallographer,  of  Frankfort  on  the  Main. 

836.  PARATHORITE.    Thorire  Shep.,  Proc  Am.  Assoc..  ii.  321.  185t\    Parathorite  Shep., 
Miu.,  2ST,  1857  ;  Dana,  Brush,  Am.  J.  ScL.  xxiv.  124,  1S5T. 

Ortliorhoinbic.  In  minute  rectant^ular  and  rhombic  prisms,  with  tbe 
pbmes  /.  i-l.  i-i  ;  /A  1=128%  I A  ?4=n6^ 

H.  =  5  — 5*5.  Lustre  siibresinons.  Color  garnet-red  to  pitcb-blaek  ;  thin 
edges  of  black  crystals  with  a  ruby  translucence,  a  little  like  rutile.  Trans- 
lucent to  opaque. 

Comp.,  Pyr.,  etc.— In  the  matrass  decrepitates  slightly,  but  does  not  appear  to  contain  water. 
B.B.  in  the  platinum  forceps  glows,  fuses  with  difficulty  on  the  edges,  and  becomes  paler.  In  boras 
dissolves  to  a  bead,  which  is  yellow,  from  iron,  wliile  hot.  and  becomes  colorless  on  cooling.  "With 
salt  of  phosphorus  gives  in  the  outer  flame  a  bead,  yellow  while  hot  and  colorless  on  cooling.  In 
the  mner  flame  the  bead  assumes  a  dehcate  violet  color  (due  to  titanic  acid?),  Brush. 

Obs. — Occurs  imbedded  in  danburite  and  orthoclase,  and  only  in  very  minute  crystals,  at  Dan- 
bury.  Ct. 

Shepard  made  the  crystallization  erroneously  tet^gonal.  There  are  also  other  discrepancies  in 
his  description,  which  might  lead  to  the  supposition  that  the  mineral  here  described  is  a  difi^reni 
mineral  from  Shepard's ;  but  the  evidence  to  the  contrary  is  complete. 


837.  PYRRHITE.    G.  Eose.  Pogg..  xlviiL  562,  1840. 

Isometric  ;  in  octahedrons.    Cleavage  not  observed. 

II.  =  6.    Lustre  vitreous.    Color  orange-yellow.  Subtranslucent. 

Pyr.,  etc. — B.B.  infusible,  but  blackens,  and  colors  the  flame  deep  yellow.  In  fragments  diffi- 
cultly soluble  in  salt  of  phosphorus,  but  in  fine  powder  it  is  readily  taken  up  by  this  salt,  as  well 
as  by  borax  forming  a  clear  glass  when  cold  if  only  a  small  portion  is  usetL  wluie  if  saturated  it 
is  yellowish-green,  becoming  somewhat  more  intense  in  R.F.  Fused  with  soda  on  charcoal,  it 
spreads  out  and  is  absorbed  by  the  coal,  giving  a  slight  white  coating,  somewhat  resembling  oxyd 
of  zinc ;  it  yields  no  metalUc  spangles  when  the  surface  of  the  co;^  is  removed  and  rubbed  in  the 
mortar.    Insoluble  in  muriatic  acid  (G-.  Rose). 

Obs. — Pyrrhite  was  found  by  von  Perovski  of  St.  Petersburg  at  Alabaschka,  near  Mursinsk  in 
the  UraL  where  it  occurs  in  drusy  feldspar  cavities,  containing  also  lepidolite,  albite,  and  topaz. 
The  largest  crystal  was  but  three  lines  long. 

Xamed  from  -i  f  6,.  yellowish-red  or  fire-like. 

With  this  species  J.  E.  Teschemacher  identifies  small  orange-red,  monometric  octahedrons, 
found  wiih  albite  at  the  Azores  (J.  Xat.  H.  Bost..  iv.  4y9,  1844  ;  Proc.  id.,  ii.  108,  15.46).  along 
wirh  tetragonal  octahedrons  of  azorite  (p.  7t>l).  The  crystals  are  a  half  to  two  Hues  long,  and 
those  of  minute  size  are  transparent. 

According  to  chemical  and  blowpipe  trials  by  A.  A.  Hayes  (Am.  J.  Sci.,  II.  ix.  423)  on  speci- 
mens furnished  him  by  'Six.  Teschemacher.  these  crystals  consist  of  columbate  of  zLrconia.  colored 
apparently  by  oxyds  of  iron,  uranium,  and  manganese. 

B.B.  in  the  forceps,  on  the  first  impulse-  of  tbe  heat,  becomes  darker,  and  the  fine  orange  color 
returns  on  coohng,  even  if  the  heat  has  been  high :  at  the  melting  point  of  cast  iron,  in  the 
reduction  flame,  the  flame  becomes  permanently  darker  and  brown.  With  borax  (  6  parts  to  1  of 
assay)  it  dissolves,  and  aflbrds  a  clear  colorless  glass,  which  becomes  instantly  opaline  or 
opaque  on  flaming;  transferred  to  the  oxydating  flame  becomes  opaque.  With  salt  of  phos- 
phorus (in  the  same  proportion)  in  the  inner  flame  gives  a  clear  glass,  and  when  reduced  the 
glass  is  green ;  but  in  the  outer  becomes  yellow.  With  a  little  more  of  assay  the  glass 
remains  clear.  With  soda  (12  parts  to  1  of' assay i  dissolves;  some  clear  portions  are  seen  in 
the  globule  while  hot  but  on  cooling  opacity  precedes  the  crystallization  of  the  globule ;  finally 
a  gray-broNvn  slag  remains,  which,  cooled  from  the  outer  flame,  has  a  green  color,  indicating 
oxyd  of  manganese.  Decomposed  by  much  soda,  and  the  resulting  mass,  heated  with  nitric  acid, 
gives  a  heavy,  white,  insoluble  powder,  which  with  boiling  water  takes  a  white  flocculent  form ; 
the  powder  exhibited  ail  the  characters  of  columbic  acid  (?).  The  acid  solution,  when  mixed  ^ith 
carbonate  of  ammonia,  remains  clear;  heated,  some  oxyd  of  iron  falls.,  and  the  fluid  is  hght 
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yellow ;  with  oxalic  acid,  a  white  earth  separates,  which,  heated  with  sulphuric  acid  to  destroy 
the  oxahc  acid,  dissolves,  and  the  fluid  forms  with  potash,  before  complete  neutralization,  a 
white  double  salt,  which  has  the  characters  of  that  from  zirconia,  but  may  also  contain  oxyd 
of  cerium.  The  oxalate,  when  first  formed,  did  not  aflbrd,  when  heated,  the  cinnamon-brown 
color  characteristic  of  deutoxyd  of  cerium.  The  extremely  small  amount  of  the  mineral  uu'ler 
examination  forbids  the  expression  of  certainty  respecting  the  base.  Although  inclining  to  the 
opinion  of  the  existence  of  cerhan  in  the  mineral,  from  the  red  color  of  the  crystals,  Mr.  Hayes 
observes  that  he  obtained  no  positive  proof  on  this  point. 

834.  ALURGITE.    Alurgit  Breith.,  B.  H.  Ztg.,  xxiv.  B36. 

Massive,  consisting  of  scales,  rarely  having  an  hexagonal  outline.  Cleavage  :  basal  eminent, 
as  in  mica. 

H.  =  2"25  — 3.  Gr.  =  2'984— 3.  Lustre  pearly  to  vitreous.  Color  purple  to  cochineal-red;  ir 
thinnest  plates  rose-red;  streak  rose-red.    Transparent  to  translucent.    Optically  uniaxial. 

Contains  much  manganese. 

Occurs  wdth  manganese  ores  at  St.  Marcel  in  Piedmont. 
Named  from  oKovpyoi^  purple. 
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CATALOGUE  OF  AMERICAN  LOCALITIES  OF 

MINERALS. 

The  following  catalogue  may  aid  the  mineralogical  tourist  in  selecting  his  routes  and  arranging 
the  plan  of  his  journeys.  Only  important  localities,  aflbrding  cabinet  specimens,  are  in  general 
iocluded;  and  the  names  of  those  minerals  ichich  are  obtriinah'e  in  good  specimens  are  distingvjshed 
by  italics.  When  a  name  is  not  itahcized  the  mineral  occurs  only  sparingly  or  of  poor  quahty. 
■\V  hen  the  specimens  to  be  procured  are  remarkably  good,  an  exclamation  mark  (1)  is  added,  or  two 
of  these  marks  (!  1)  when  the  specimens  are  quite  unique.  The  more  exact  position  of  locahties 
may  in  most  histances  be  ascenained  by  reference  to  the  descriptions  of  the  species  in  the  pre- 
ceding part  of  the  Treatise. 

For  the  facts  included  the  country  is  especially  indebted  to  the  various  Geological  Reports  of 
the  several  States,  the  American  Journal  of  Science,  and  the  Journals  or  Transactions  of  the  dif- 
ferent Scientific  Societies  or  Academies.  The  atithor  is  under  special  obligations,  in  the  prepara- 
tion of  the  Catalogue  for  this  edition  of  the  Mineralogy,  to  W.  AY.  Jefferis,  Esq.,  of  Westchester, 
Pa.,  Prof  C.  U.  Shepard.  Prof  A.  E.  Verrill,  Dr.  J.  S.  Xewberry,  Prof  Wm.  P.  Blake.  Prof 
Wm.  H.  Brewer,  Dr.  F.  A.  Gexth,  Prof  B.  Sillimax.  Prof  0.  C.  Marsh,  Prof.  A.  Wixchell,  Dr. 
"George  Smith,  of  Upper  Darby,  Pa.,  Dr.  T.  R.  Raxd,  of  Philadelphia. 


MAIXE. 

Albany. — Beryl !  green  and  black  tourmaline,  feldspar.,  rose  quartz,  rutile. 

Aroostook. — Red  hematite. 

Bath. — Idocrase,  garnet.,  magnetite,  graphite. 

Bethel. —  Cinnamon  garnet,  calclte,  sphene,  beryl,  pyroxene,  hornblende,  epidote,  graphite,  talc, 
pjTite.  raispickel,  magnetite,  wad. 

Bixgham. — Massive  pyrite.  galenite,  blende,  andalusite. 

Blue  Hill  Bay. — Arsenical  iron,  molybdenite!  galenite,  apatite!  fluorite!  black  tourmaline  (Long 
Cove ).  black  oxyd  of  manganese  (Osgood's  farm),  rhodonite,  bog  manganese,  wolframite. 
BowDOix. — Base  Quartz. 
B 0 WDOi n'h A M . — Btryl,  molybd enite. 

Bruxswick. —  Green  mica,  garnet!  black  tourmaline!  molybdenite,  epidote,  calcite,  muscovite, 
feldspar,  heryl. 

Buckfield, — Garnet  (estates  of  Waterman  and  Lowe),  iron  ore,  mtiscovite  !  magnetite. 
Camdage  Farm. — (Xear  the  tide  mills),  molybdenite,  wolframite. 
CAiiDEX. — Made,  galenite,  epidote,  black  tourmaline,  pyrite,  talc,  magnetite. 
Carjiel  (Penobscot  Co.). — Stibnite,  pyrite,  made. 
CORIXXA. — Pyrite,  arsenical  'py rites. 

Deer  Isle  — Seypentine,  verd-aniique,  asbestus,  diaDage,  magnetite. 
Dexter. — Galenite,  pyrite,  blende,  chalcopyrite,  green  talc. 
Dixfield. — Xative  copperas,  graphite. 

Farmixgtox. — (Xorton's  ledge  \  pyrite,  graphite,  bog  ore.  garnet,  staurolite. 
Freeport. — Rose  quartz,  garnet,  feldspar,  scapolite,  graphite,  muscovite. 
Fryeburg.— G'a^v^ei',  beryl. 

GeorgetcJwx — (Parker's  island),  beryl!  black  tourmaline. 

Greexwood — Graphite,  black  manganese,  beryl!  mispickel,  cassiterite,  mica,  rose  quartz,  garnet, 
corundum,  albite,  zircon,  molybdenite,  magnetite,  copperas. 

Hebrox. —  Cassiterite,  mispickel,  idocrase,  lepidolite,  amb'.ygonite,  rubelUie  I  indicolite,  green  tour^ 
maline.  nuca,  beryl,  apatite,  albite,  cliildrenite,  cookeite. 

Jewell's  Islaxd,— Pyrite. 

Katahdix  Irox  Works  — Bog  iron  ore,  pyrite,  magnetite,  quartz. 
Letter  E.  Oxford  Co  — Staurolite.  made,  copperas. 
Lixx^LS. — Hematite.  limonite,  pyrite,  bog-iron  ore. 

Litchfield — Sodali'e,  cancrimte,  elceolite,  zircon  spodumene,  muscovite.  pyrrhotite. 
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Ltjbec  Lead  Mixes.  —  GaJenUe,  chalcopyrite,  blende. 
Machiaspoet. — Jasper,  epidote,  launiontite. 
Madawaska  Settlements. —  Vivianiie. 
MiNOT. — Beryl,  smoky  quartz. 

Monmouth. — Actinolite,  apatite,  elceolile,  zircon,  staurolite,  plumose  mica,  heryl,  rutile. 
Mt.  Abraham. — Andalusite,  staurolite. 

NORvVAY. —  Chrysoberyl!  molybdenite,  beryl,  rose  quartz,  orihoclase,  cinnamon  garnet. 

Orr's  Island. — Steatite,  garnet,  andalusite. 

Oxford. —  Garnet,  beryl,  apatite,  wad,  zircon,  muscovite. 

Paris. —  Green!  red!  black,  and  blue  tourmaline!  mica!  lepidoliie  !  feldspar,  albite,  quartz  crys 
tals!  rose  quartz,  cassiterite,  amblygoniie,  zircon,  brookite,  beryl,  smoky  quartz,  spodumeue,  cookeite^ 
leucopyrite. 

Parsonsfield. — Idocrase!  yellow  garnet,  pargcLsite,  adularia,  scapolite,  galenite,  blende,  chalco* 
pyrite. 

Peru.  —  Crystallized  pyrite. 

PiiiPSBURG. —  Yellow  garnet !  manganesian  garnet,  idocrase,  pargasiie,  axinite,  laumoniite  !  chaba- 
zite,  an  ore  of  cerium  ? 

Poland. — Idocrase,  smoky  qu:irtz,  cinnamon  garnet. 

Portland. — Freknile,  actinolite,  garnet,  epidote,  amethjst,  calcite. 

PowNAL. — B  ack  tourmaline,  feldspar,  scapolite,  pyrite.  actinolite,  apatite,  rose  quartz. 

Raymond. — Magnttiie.  scapolde,  pyroxene,  lepidodte,  iremolite,  hornblende,  epidote,  orthoclase, 
yellow  garnet,  pyrite,  idocrase. 

Rockland. — Hematite,  tremolite,  quartz,  wad,  talc. 

Rumfokd. —  Yellovj  garnet,  idocrase,  pyroxene,  apatite,  scapolite,  graphite. 

Rutland  — AUanite. 

Sandy  River. — Auriferous  sand. 

Sanford,  York  Co. — Idocrase!  albite,  calcite,  molybdenite,  epidote,  black  tourmaline. 
Searsmont. — Andalus'te,  tourmaline. 
South  Berwick. — Made. 

Streaked  Mountain. — Beryl!  black  tourmaline,  mica,  garnet. 

Thomaston. —  Calcde,  treraoWt,  hornblende,  sphene,  arsenical  iron  (Owl's  head),  black  manganese 
(Dodge's  mountain),  thorasonite,  talc,  blende,  pyrite,  galenite. 

TOPSHAM. —  Qv.nriz,  galenite,  blende,  tungstite  ?  beryl,  apatite,  molybdenite. 

Union. — Magnetite,  bog-iron  ore. 

"Wales. — Axinite  in  boulder,  alum,  copperas. 

W^>  terville. —  Crystallized  pyrite. 

Windham  (near  the  bridge)  — Staurolite,  spodimene,  garnet,  beryl,  amethyst,  cyaniie,  tourmar 
line. 

Winthrop. — Staurolite,  pyrite,  hornblende,  garnet,  copperas. 
"Woodstock.  —  Graphite,  specular  iron,  prehnite,  epidote,  calcite. 
York. — Beryl,  vivianite,  oxyd  of  manganese. 


NEW  HAMPSHIRE. 

Acworth. — Beryl!  I  mica!  tourmaline,  feldspar,  albite,  rose  quartz,  columbitel 

Alstead. — Mica! !  albite,  black  tourmoline. 

Amherst. — Idocrase!  yelloio  garnet,  pargasite,  calc  spar. 

Bartlett. —Magnetite,  specular  iron,  brown  iron  ore  in  large  veins  near  Jackson  (on  "Bald 
face  mountain  "),  quartz  crystals,  smoky  quartz. 
Bath. — Galenite,  chalcopyrite. 
Bellows  Falls. — Cyanite. 
Benton.  —  Quartz  crystals. 
C  a  mpton. — Beryl ! 
Canaan. — Gold  in  pyrites. 

CiiARLEbTOWN. — Staurolite  made,  andalusite  made,  bog-iron  ore. 
Cornish. — Stibnite,  tQtvah.ei\x\t,Q,  rutile  in  quartz !  (rare). 
Croyden. — lolite! 

Eaton     m.  S.  of). —  Galenite,  blende!  chalcopyrite,  limonite  (Six  Mile  Pond). 
Pranceston. — Soapstone,  arsenical  pyrites. 

Franconia. — Hornblende,  staurolite!  epidote!  zoisite,  specular  iron,  magnetite,  black  and  red  man- 
ganesia.n  garnets,  mispickel!  {danaite),  chalcopyrite,  molybdenite,  prehnite, 
Gilford  (Guustock  Ml  ). — Magnetic  iron  ore,  native  "  lodestone." 
Goshen.  —  Graphite,  black  tourmaline. 
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Grafton. — Jfica!  (extensively  quarried  at  Glass  Hill,  2  m.  S.  of  Orange  Summit\  a'hile !  blue^ 
green,  and  yellow  henjls!  (1  m,  S.  of  0.  Summit),  tourmaline,  garnets. 
Grantham. —  Gray  stauroliie ! 

Hanover. —  Garnet,  a  boulder  of  quartz  containing  rutile!  black  tourmaline,  quartz. 
UAVEmuLL  —Gantet!  arsenical  pyrites,  native  arsenic,  galenite,  blende,  iron  and  copper  pyrites, 
magnetic  and  white  iron  pyrites. 

iliLLSB'^KO'  (^Campbell's  mountain). —  Graphite. 
Hillsdale. — liliodonite,  black  oxyd  of  manganese. 

Jackson, — Drusy  quartz,  tin  ore.  arsenopyrite,  native  arsenic,  fluorite,  apatite,  magnetite,  molyb- 
denite, wolfram,  cbalcopyrite,  arsenate  of  iron. 
Jaffrey  Olonadnock  Mt. ). —  Cyauite. 
Keene. —  Graphite,  soapstone,  milky  quartz. 
Landaff. — Molybdenite,  lead  and  iron  ores. 
Lebanon. — Bog-iron  ore. 

LiSBO's.-— stauroliie,  black  and  red  garnets,  granular  magnetite,  hornblende,  epidoie,  zoi-site,  speculaf 
iron. 

LYifE  — Cyanite  (X.W.  part),  black  tourmaline,  rutile,  pyrite,  cbalcopyrite  (E.  of  E.  village), 
stibnite. 

Merrimack. — Eut  le!  (in  gneiss  nodules  in  granite  vein). 
MouLTONBOROUGH  (Red  Hill). — Hornblende,  bog  ore,  pyrite,  tourmaline. 
Newport. — Molybdenite. 

Orange. — Btxie  beryls!  Orange  Summit,  chrysoberyl,  mica  {W.  side  of  mountain), 
Orford. — Brovrn  tourmaline  (now  obtained  with  difficulty),  steatite,  rutile,  cyanite,  brown  iron 
ore,  native  copper,  malachite,  galenite, 
Pelham. — Steatite. 

PiERiiONT. — Micaceous  iron,  barite,  green,  white,  and  brown  mica,  apatite, 
Plymouth.— Columbite,  beryl. 
Richmond. — lotite  !  rutile,  steatite,  pyrite. 
Rye. — Made. 

Saddleback  Mt, — Black  tourmaline,  garnet,  spinel, 

Shelburne. —  Galenite,  black  bltnde,  chalcopyrde,  pyrite,  manganese. 

Springfield, — Beryls  (very  large,  eight  inciies  diameter),  manganesian  garnets  1  in  mica  slate, 

albde,  rnica. 

Sullivan — Tourmalines  (black),  in  quartz,  beryl? 
Surrey. — Amethyst,  calcite. 

SwANZEY  (near  Keene). — Magnetic  iron  (in  masses  in  granite). 
Tamworth  (near  White  Pond). — Galenite. 

Unity  (estate  of  James  Neal;. —  Copper  and  iron  pyrites,  chlorophyllite,  green  rnica,  radiated 
a/Mnolite,  garnet,  iitaniferous  iron  ore,  magnetite. 
Walpole  (near  Bellows  Falls). — Made. 

"Warren. —  Clialcopyrile,  blende,  epidote,  quartz,  pyrite,  tremolite,  galenite,  rutile,  talc,  molybde- 
nite, cinnamon  stone!  pyroxene. 

AVest^iouel AND  (south  part). — Molybdenite!  apatite!  blue  feldspar,  bog  manganese  (north  vil- 
lage), quartz,  fluorite,  cbalcopyrite,  oxyd  of  molybdenum  and  urauium. 

White  Mts.  (notch  behind  ''  old  Crawford's  house  "). — Green  octahedral  fluor,  quartz  crvstals, 
black  tourmaline,  chiastolite. 

WiLMOT. — Beryl. 

"Wescuestee. — PjTolusite,  rhododirosite,  psilomelane,  magnetite,  granular  quartss. 
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Addison. — Iron  mad,  pyrite. 

Alburgh. — Quartz  crvs.uls  ou  calcite,  pyrite. 

Athens. — SteatUt,  rhomb  spar,  actinolite,  garnet. 

Baltimore, — Serpentine,  pyrites  ! 

Barnet, — Graphite. 

Belvedere, — ^teatite,  clilorite. 

Bennington. — Pyrolusite,  brown  iron  ore,  pipe  clay,  yellow  ochre. 
Berkshire. — Epidote,  hematite,  magnetite. 

Bethel  — Actinolde !  talc,  chlorite,  octahedral  iron,  rutile,  brown  spar  in  steatite. 
Brandon.— Braunite,  pyrolusite,  psilomelane,  hmonite,  Ugnite,  white  clay,  statuary  marble; 
fossil  fruits  in  the  hgnite,  graphite,  chalcopjrite. 
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BRATTl.KnoKonoiI.— Black  toiiriiiuliiio  in  cpiartz,  mien,  zoisito,  riitilo,  nctiiiolito,  scnpolito,  spodu 
meiio,  roofiii}^-  hIjiU). 

liKiiHiKWATKU.— 7W./C,  dolomite,  mafjneUUi,  Htciitito,  cliloritc.  gold,  native  copper,  Ijlende,  galoiiite, 
blue  Hpiiicl,  ciialoopyriLo. 

Bnisi'OL. — 1,'idi.h'.,  Ijfown  liotnatite,  rnangancso  oren,  magnetite. 

J { k< )( )K KI  VA,\).  — Mispickd,  jriliibt. 

(Jahot. — (iarnet,  Htanrolitc,  liornblende,  alhite. 

Casti-eton. — IhoJiiL'j  slata,  jasper,  manganeno  ores,  clilorito. 

Cavionuism. — (Jarnet,  serjieMUna,  talc,  stvatdc,  tourmaline,  ashestus,  Ircmolite. 

('JiKHTKif. — Ashcstius,  feldspar,  chlorite,  quartz, 

CiiJT'JKNDKN. — i'.silonieluno,  pyrpluHite,  brown  iron  oro,  specular  and  magnetic  iron,  galenite, 
iolito. 

(yOUMiRSTEn. — Brown  iron  oro,  iron  sand,  jasper,  alnin. 

VAmimw.  -CDjyimr  pyrittwi  {}\i\H  boeu  mined),  j^yrrhotite,  pyrite,  rutilo,  quartz. 

CoVKN'i  HY.  —  iUiodonito. 

CitArisiurKY.  —  iMicii  in  concentric  balls,  calcito,  rutilo. 

1>KKHY.  — M  ien  {adamMte}. 

UuMMKi.STON. — Kutile,  roofing  slate. 

Faiiuiavkn  — /i'oojin/j  ulate,  pyrite. 

Flktciiioii. — I'yrite,  octahedral  iron,  acioular  tourmaline. 

(jIuaf'I'on. — 'I'Ik!  ulrMite  (piarry  referred  to  GIrafton  is  properly  in  Athens;  quartz,  actinolite. 
(iuii.KoiU). — Scapoiite,  rutile,  roofing  slate. 

1 1 ARi'Foui). — ('nlcit(!,  pyrite!  cynn/te  in  mica  slato,  quartz,  tourmaline. 

i  R  A  H  n  u  IK ;  1 1 . — 1 1 h  od o n  i  te,  ^j.vi/o^ne/awe. 

Jay. — (Jhromic  iron,  aerpeidine,  amianthus,  dolomite. 

]jOvvi;Lri.  — Picrosniine,  amianthus,  serpentine,  eerolito,  talc,  clilorito. 

Mahmjoiio'. — Rhomb  upar,  dealite,  (jarnet,  mafjuelite,  clilorito. 

Mkndon.  — Octahedral  iron  ore, 

MiDDiAiiivnY. — Zir(;on. 

MiODiJOSKX.  — Rutilo  1  (exhausted). 

MoNKTON. — I'liroluaile,  brown  iron  oro,  pipe  clay,  feldspar. 
MoHKTowK. — Smoky  <iuartz  I  steatite,  talc,  wad,  rutilc,  serpentine. 
M(>i<i{iHrowN. — (jialenite. 
Mount  IIoij.y. — jUbestus,  chlorlto. 

Nkw  1.<\\nk. —  (JIu.sNy  and  asbestiform  actinolite,  steatite,  green  quartz  (called  chrysoprase  at  the 
locality),  chalcedony,  (Irusy  quartz,  r/o/rnet,  chromic  and  titanic  iron,  rhomb  upar,  serpentine,  rutilo. 
Nouwicu. — Actinolite,  feldspar,  broivn  spar  in  talc,  cyanito,  zoisito,  chalcopyrite,  pyrito. 
I'l'i  TSi'OKi). — Jiroioit  iron  ore,  manganese  ores. 

I'LY-Mouni. — Spathic  iron,  magnetic  and  specular  iron,  both  in  octahedral  crystals,  gold, 
galenito. 

Ply.vipton. — Massive  hornblende. 

Pu'i'NEY. — Fhiorito,  brovm  iron  ore,  rutile,  and  zoisite,  in  boulders,  staurolito. 

KnAOiNfj. — Glassy  actinolite  in  talc. 

RiiADsnouo', —  Classy  aclinolile,  steatite,  hematite. 

Itii'TON. — Brown  iron  ore,  augito  in  ))ould('rs,  octahedral  pyrito. 

IlocMKSTKii. — ilutile,  specular  iron  eryst.,  magnetite  in  chlorite  slato. 

iUxMviNOiiA.M  (Bellows  i'allsj. — Cyanito,  indicolite,  feldspar,  tourmaline,  (luoritc,  calcito,  prohnito, 
Btaurolile. 

KoxiiUHY. — Dolomite,  talc,  8ori)ontino,  asbostus,  quartz. 

Rutland. — Magaesite,  v)hile  marble,  liematito,  sorpeutino,  pipe  clay. 

Samsiujuy. — lirown  iron  ore. 

iin\n()>i.  —  QiKir/z  crystals,  cyanito. 

Siioukuam. — L'grite,  Ijlack  marble,  calcito. 

SuuKWHiiUUY. — Magnetite  and  chalcopyrite. 

Starkkhouo'. — Hrown  iron  oro. 

Stiiimnu. — ('halcopyrite,  talc,  serpentine. 

kSTOCKHUiDUK, — Misj)ickel,  inagn(!tic  iron  oro. 

Strakfohd. — Magnetite  and  chalcopyrite  (has  boon  worked),  native  copper,  hornblende,  cop- 
poras. 

TiiHTFORD. — Blonde,  galenite,  cy anile ;  chrysolite  in  basalt,  pyrrhotite,  feldspar,  roofing  slate^ 
steatite,  garnet. 

TowNSiiKNu — Actinolite,  black  mica,  talc,  stoatito,  feldspar. 

TiiOY. — Magnetite,  tale,  serpentine,  picrosmino,  amianthus,  steatite,  one  mile  southeast  of  village 
of  Sout  h  Troy,  on  the  farm  of  Mr.  Pierce,  oast  side  of  Missisco,  chromic  iron,  zaratito. 
Vkusihkk. — J'yrite,  chalcopyrite,  tourmaline,  mispickel,  quartz. 
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Wardsiioro'. — Zoisiic,  tournialiiio,  irmioHte,  hoinatito. 

Wakren. — Ac'Uiiolilcj,  inagnoLito,  wad,  aorpoiiLiiio. 

Waterhury.— Mispickol,  clml(r()i)yriU\  runJ.c,  (j/tar/z,  sorpontino. 

Watkuv^illk. — S/.eati/a,  aotiiioliU!,  talc:. 

Weatiikhsfiioi.I). — ^Slm/ile,  tiiiccular  iron,  pyri/e,  trcnioliLo. 

Wells'  Riveu.— (Jrai)liito. 

Westfikli). — S/cd/ife,  chromic  iron,  serpcntino. 

Westminstkr.— Zoi.^ito  in  houldcrH. 

WiNDiiA.M. —  Glassy  ac/.iuoHic,  almiite,  garnet,  serpcntino. 

Woodbury. — Massive  i)yrito. 

WoouSTOUK. —  Quartz  crystals,  garnet,  zoibitc. 


MASSACHUSETTS. 

Alpord. — 0 alonito,  pyrito. 

Athol. — Atlaui/c,  iibrolito,  i^i)e.pidolel  babingtonito? 
Auburn. — Masonite. 

Baure. — liulilc!  mica,  pyrife,  hcryl,  feldspa/Tf  garnet. 

Great  Barrington.— yVcmo/i^e. 

BEDFORi). —  Garnet. 

JinLCiiKRTOWN.— Allanite. 

Beknaruston.  — iMagnetito. 

Beverly. — Coiunil)ite,  (jnxri  feldspar,  cassitorite. 

Blanfori). — i^eri)eidine,  ant/iojjhyllite,  act/inoliie!  cJiromite,  cyaulto,  roflo  qnartz  in  bonldorf?. 
Bolton. — Scapoiilel  'peta/ile,  sphene,  injroxen.e,  nuttalite,  dioj)side,  boltonite,  apatite,  inagneBito, 
rhomb  spar,  allaaite,  yttrocerile?  cerium  oclire  ?  (on  the  scupolito),  spinel. 
Bo.XBOROUGil. — ScayoiUe.^  spinel,  (jarnet,  angitc,  actinolite,  apatite. 
Brioiitox. — Asbcstus. 

Brimfield  (road  leading  to  Warren). — Mite,  adularia,  molylxlcnite.  mica,  garnet. 
Carlisle. — Tounnalitbe,  (jarnet!  scapoLiie,  actinoHtc. 

CiiAULiOHTOWN. — Prelinite,  lauinonlue,  stilbitc,  (;]ial)a/ite,  quartz  crystals,  melanolite. 

Chelmsford. — SaipoLlte  (cheimsfordite),  choudrodif.e,  blue  spinel,  aiuiardhus  /  rose  (juartz. 

CiiESTEU. — J lornblende,  scdpoiile,  zoisite,  sjtodumene,  indicolUe,  apatite,  magnotit(;,  chromito, 
Btilbite,  Jieulandite,  analcite  and  chabazite:  at  the  Kmery  Mine,  Chester  i^^ictorios. —  Corunduia, 
manjarUe,  diaspore,  epidoLe,  corundo[)hilite,  chloritoid,  tonimalino,  tnenaccanite  I  rntilo,  biotite, 
indianito?  andesite?  cyan'de. 

CiiioHTERFiEiiD.  —  yi/'wc',  (jrecn,  and  red  tourin<Uiite,  cleavelandile  (all)itc),  liUiia  mica,  sjnoky  quartz^ 
micrulile,  spodaiuene,  cyanite,  apatite,  rose  beryl,  (jarnet,  (/uartz  crystals,  stauroliie,  cassitorite,  colum- 
hile,  zoisite,  uranite,  brookite  (oumanite),  scliiM^lito,  antho[)hyilite,  bornito. 

Conway.-  L'yrolusito,  lluorite,  zoisite,  rulde!  !  native  alum,  galenite. 

CuMMiNGTOX. — hkodonile!  cummingtonito  (hornblende),  marcasito,  (jarnet. 

Dediiam. — Asbestus,  galenito. 

JjEERFiiiLD — Cijabazite,  heulandite,  stilbito,  ametliyst,  carnolian,  chalcedony,  a(jate. 
FiTCiiBURG  (Pearl  Hill). — Ikryl,  slaurolde!  garnets,  molybdenite. 
FoxBOROUGii. — ryrde,  authracite. 
Franki>in. — Amethyst. 

(iosiiEN  — Mica,  albite,  spodumene!  blue  and  green  tourmaline,  beryl,  zoisde,  smoky  quartz,  colurn* 
bite,  tin  ore,  galenito,  Ijcryl  (goshenite),  pihlite  (cymatolite). 

Greenfield  (in  sandstone  quarry,  hall' mile  east  of  village). — AUophano,  white  and  greenish. 

Hatfield. — Barite,  yellow  (piartz  crystals,  galenito,  blende,  chalcopyhto. 

Hawley. — Micdceoaa  iron,  massive  pyrito,  magnetite,  zoisite. 

II  e atji. — Pyrite,  zoisde. 

Hinsdale.  — Brown  iron  ore,  apatite,  zoisite. 

1 1  uiJBARDSTON. — Massive  pyrite. 

LANCASTEit. —  Cya/a'e,  ckiasl.oide!  apatite,  staurolite,  pinito,  andalusito. 

Lee — Trcmol'de  1  sphene  I  (east  part). 

Lenox. — Brown  hematite,  gibbsite  (?). 

Leverett. — Barite,  galenito,  blonde,  chalcopyrite. 

Le yden. — /ifoAVi/e,  ridite. 

Littleton. — Spinel,  scapolito,  apatite. 

Lynnfield. — Magnosito  on  serpentine. 

Martha's  Vineyard. — Brown  iron  ore,  amber,  selenite,  radiated  pyrite. 
Mendon. — Mica!  chlorite. 
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)i[iDDLEFiELD. —  Gldssy  actiuoli/e^  rhomb  spar,  steatite,  serpentine,  feldspar,  drusy  quartz,  apatite, 
zoisite.  uacrite.  chalcedony,  talc  I  deweyiite. 
MiLBURY. —  Veriniculiie. 
Montague. — Specular  ircn. 

Xkwbury. — Serpentine,  clirysotile,  epidoie,  massive  garnet,  siderite. 
New curyi^ort. — Strptuttut,  ntinalitt,  uianite. 
Xkw  Braixtree— i^^ac•^•  tourmaline. 

Norwich. — Apatite!  black  touiinaline,  beryl,  spodumene!  triphyline  (altered),  blende,  quarta 
crystais,  cassiterite. 

XoRTUFiELD. —  Columbite,  fibrolite,  cyanite. 

Palmer  (Three  Rivers). — Ftkhpar,  prehnite,  calc  spar, 

Pelham. — Asbestus,  serpentine,  quartz  crystals,  beryl,  molybdenite,  green  Jiornstone,  epidote,  ame- 
thyst. 

Plaixfield. —  Cummingtonite,  pyrohisite,  rhodonite. 
Richmond. — Brown  iron  ore,  gihbsite!  allophane. 

RocKPORT. — Danalite,  cryophylUte,  annite,  cyrtolite  (altered  zircon),  green  and  white  orthoclase. 
RowE — Epidote,  talc. 

South  Royalstox — Beryl!  !  (now  obtained  with  great  difficulty),  mica!  !  feldspar!  allanite. 
Four  miles  beyond  old  loc.  on  farm  of  Solomon  Hey  wood,  mica!  beryl!  feldspar!  menaccanite. 
RusSEL. — Schiller  spar  (diallage?),  mica,  serpentine,  beryl,  galenite,  chalcopyrite. 
Salem. — In  a  boulder,  cancriuite,  sodalite,  elaeolite. 
Saugus. — Porphyry,  jasper. 

Sheffield. — Asbestus,  pyrite,  native  alum,  pyrolusite. 
Shelburne. — Rutile. 

Shutesbury  (east  of  Locke's  Pond). — Molybdenite. 

Southamptox. —  Galenite,  cerussite,  anglesite,  wulfenite,  fluorite,  barite,  copper  and  iron  pyrites, 
blende,  corneous  lead,  pyromorphite,  stolzite,  chrysocolla. 

Sterlixg. — Spodumene,  chiastolite,  spathic  iron,  mispickel,  blende,  galenite,  chalcopyrite,  pyrite. 
Stoxeham. — Xephrite. 

Sturbridge. — Graphite,  garnet,  apatite,  bog  ore. 
Swampscot. —  Orthite,  feldspar. 

Tauxtox  (one  mile  soutli). — Paracolumbite  (titanic  iron). 

Turxer's  Falls  (Conn.  River). — Chalcopyrite,  prehnite,  chlorite,  chlor ophceite,  STpSithic  iron, 
chite,  magnetic  iron  sand,  anthracite. 
Tyrixgham. — Pyroxene,  sea  polite. 
Uxbridge. — Galenite. 

"Warwick. — Massive  garnet,  radiated  black  tourmaline,  magnetite,  beryl,  epidote. 
Washixgtox. — Graphite. 

Westfield. — Scldller  spar  (diallage),  serpentine,  steatite,  cyanite,  scapolite,  actinolite. 
Westford. — Andalusite! 

"West  Hamptox. — Galenite,  argentine,  pseicdomorphous  quartz. 
"West  Sprixgfield. — Prehnite,  ankeriie,  satin  spar,  celestite,  bituminous  coal. 
West  Stockbridge. — Hematite,  fibrous  pyrolusite,  spathic  iron. 
Wuately. — Native  copper,  galenite. 

Williamsburg. — Zoisite,  pseudomorphous  quartz,  apatite,  rose  and  smoky  quartz,  galenite,  pyro- 
lusite. chalcopyrite. 

Williamstowx. —  Cryst.  quartz. 
WiXDSOR. — Zoisite.  actinolite,  rutile! 

Worcester. — Mispickel,  idocrase,  pyroxene,  garnet,  amianthus,  bucholzite,  spathic  iron,  gale- 
nite. 

WoRTHixGTOX. —  Cyanite. 
Zoar. — Bitter  spar,  talc 


RHODE  ISLAND. 

B^mioij.— Amethyst. 
Cranston. — Actinolite  in  talc. 

Cumberland. — Manganese,  epidote,  actinolite,  garnet,  titaniferous  iron,  magnetite,  red  hematite, 
chalcopyrite. 

Foster. —  Cyanite. 

Gloucester. — Magnetite  in  chlorite  slate. 
Johnson. — Talc,  brown  spar. 
Xatic. — See  Warwick. 
Newport. — Serpentine-. 

Portsmouth.— ^4nf/irac2Ve,  graphite,  asbestus,  pyi'it«. 
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SinxniTELD. — Dolomite,  calcife,  hitter  spar,  nacrite,  serpentine  (bo"^emte),  treraollte,  asbestn?:, 
quartz,  magnetic  iron  in  chlorite  slate,  talc!  anatase. 
^VAR^VICK  (Natic  village). — Masonite,  garnet,  graphite. 
^VESTERLY. — liineaite. 


COXXECTICUT. 


Berlin. — Barite,  datolite,  blende,  quartz  crystals. 
BoLTOX. —  Staurolite,  chalcopy rite. 
Bradletville  (Litchfield '. — Laumontite. 

Bristol.  —  Chalcoci  e!  dialcopyntt,  barite,  hornile,  talc,  allophane,  pyromorphite,  calciic 
chite.  galeuite,  quartz 

Brookfield. — Galeuite,  calamine,  hiende,  spodumene,  pyrrhotite. 

Caxaax. — Tremohfe  and  white  augite!  in  dolomite,  canaanite  (massive  pyroxene). 

Chatham. — Mispickel,  smaltite,  ci.loanthite  (chathamitej,  scorodite,  niccolite,  beryl,  erythrite. 

Chesuire. — Bartte,  clialeocite,  hornite  cryst.,  malachite,  kaolin,  uatrolite,  prehnite,  chabazite, 
datolite. 

Chester. — Sillimanite!  zircon,  epidote. 

CoRXWALL. —  Graphite,  pyroxene.  actinoUte,  sphene,  scapolite. 

Daxbury. — Danhurite,  oligockise,  raoonstone,  brown  tourmahne,  orthoclase,  pyroxene,  para- 
thorite. 

¥  kSMisGTO^.— Prehnite,  chabazite,  agate,  native  copper. 
Graxby. — Green  malachite. 
Greexwich. — Black  tourmaline. 

Haddam. —  Chrysoheryl !  heryl !  epidote!  tourmaline!  feldspar,  garnet!  iolife  !  oligoclo^e,  chlo- 
rophyllite !  automolite,  magnetite,  adularia,  apatite,  columhite  I  zircon  (calyptoUte),  mica,  pyrite. 
marcasite.  molybdenite,  allanite,  bismuth,  bismuth  ochre,  bismutite. 

HADLYiiE. — Chabazite  and  stilbitc  in  gneiss,  with  epidote  and  garnet. 

Hartford. — Da'oUte  (Rocky  Hill  quarry). 

Kext. — Brov:n  iron  ore,  jjyrolusite.  ochrey  iron  ore. 

Litchfield. — Cyanite  with  corundum,  apatite,  aud  andalusite,  me7^acca>^^Ye  (washingtonite),  chal- 
copyrite,  diaspox'e,  niccoKferous  pyrrhotite,  margarodite. 
Lyme. — Garnet,  suns  tone. 
Meridex. — Datolite. 

Mtddlefield  Falls. — Datohte,  chlorite,  etc.,  in  amygdaloid. 

Middletowx. — Mica,  lepidolite  with  green  aud  red  tourmaline,  alhite,  feldspar,  columhite!  preh- 
nite, garnet  (sometimes  octahedral),  beryl,  topaz,  uranite,  apatite,  pitchblende ;  at  lead  mine, 
galeniie.  chalcopyrite,  blende,  quartz,  calcite,  fluorite,  pyrite,  sometimes  capillary. 

Milford. — Sahhte,  pyroxene,  asbestus,  zoisite,  verd-antique  marble,  pyrite. 

New  Hayex. — Serpentine,  asbestus,  chromic  iron,  sahlite,  stilbite,  prehnite. 

Norwich. — Sillimanite,  monazite!  zircon,  iolite,  corundum,  feldspar. 

Oxford,  near  Humphrey sviile. — Cyauite,  chalcopyrite. 

Plymouth. — Galenite,  heulandite,  flmrite,  chlo rophyllite  !  garnet. 

ROARIXG  Brook  (Cheshire). — Datolite!  calcite,  prehnite,  saponite. 

Readixg  (near  the  hue  of  Danbury). — Pyroxene,  garnet. 

Roxbuey. — Spathic  iron,  blende,  pyrite !  !  galenite,  quartz,  chalcopyrite. 

Salisbury. — Brown  iron  ore,  ochrey  iron,  pyrolusite,  triplite,  turgite. 

Saybrook. — Molybdenite,  stilbite,  plumbago. 

Simsbury. — Copper  g  ance,  green  malachite.  ^ 
Southbcry. — Rose  quartz,  laumontite,  prehnite,  calc  spar,  heavy  spar. 
SorTHiXGTOX  — Heavy  spar,  datolite,  asteriated  quartz  crystals. 
Stafford. — Massive  pyrites,  alum,  copperas. 
Stoxixgtox. — Stilbite  and  rhab'izHe  on  gneiss. 

Thatchersville  (near  Bridgeport). — Stilbite  on  gneiss,  babbingtonite ? 
TOLL.A.XD. — Staurolite,  massive  pyrites. 

Trumbull  and  Moxroe. — Crdorophane,  topaz,  beryl,  diaspore,  pyrrhotite,  pyrite,  scheelite,  wolf 
ramite  (pseudomorph  of  sclieeiite),  rutile,  native  bismuth,  tungstic  acid,  spathic  iron,  mispickel, 
argentiferous  galenite,  blende,  scapolite,  tourmaline,  garnet,  albite,  augite,  graphic  tellurium,  (I)  mar- 
garodite. 

'Wxsmy: GTOS.  —  Trijjlite,  menaccanite!  (washingtonite  of  Shepard),  rhodochrosite,  natrohte,  andor- 
hisite  (Xew  Preston),  cyanite. 

Watertowx,  near  the  Naugatuck  — "White  sahlite,  monazite. 
West  Farms. — Asbestus. 
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WiLLiMAKTic. — Topaz,  mouazite,  ripidolite. 
WmcHESTER  and  Wilton. — Asbestus,  garnet. 

KEW  YORK. 

ALBANY  CO.— Bethlehem. — Calcite,  stalactite,  stalagmite,  calcareous  sinter,  snowy  gypsum. 
Coeyman's  Landing. — Gypsum,  epsom  salt,  quartz  crystals  at  Crystal  Hill,  three  miles  south  of 
Albany. 

Guilderland. — Petroleum,  anthracite,  and  calcite,  on  the  banks  of  the  Norman's  Kill,  two  milea 
fiouth  of  Albany. 

Watervllet. —  Quartz  crystals^  yellow  drusy  quartz. 

ALLEGHANY  CO. — Cuba. — Calcareous  tufa,  petroleum,  3|  miles  from  the  village. 

CATTARAUGUS  CO.— Freedom.— PefroZeM?/i. 

CAYUGA  CO. — Auburn. — Celestite,  calcite,  floor  spar,  epsomite. 

Cayuga  Lake. — ISmpliur. 

Ludlow  viLLE. — EpHuunie. 

Union  Springs. — Sdtnitt,  gypsum. 

bPRiNGi'ORT. — Ai  'I'Jioiijpsoii  a  piaster  beds,  sulphur  !  selenite. 
bPRiNGViLLE. — Niirogeii  springs. 

CLINTON  CO.— Arnold  Iron  Mine. — Magnetite,  epidote,  molybdenite. 
EiNCii  Ore  Bed. —  Calcite,  yrten  and  purpie  tiuor. 

CHATAUQUE  CO. — Fredonia. — Petroleum,  carburetted  hydrogen. 
Laona. — PetroJeum. 
feUERiDAN. — Alum. 

COLUMBIA  CO. — Austerlitz. — Earthy  manganese,  wulfenite,  chalcocite ;  Livingston  lead  mine, 
vitreous  silver  ? 

Chatham. — Quartz,  pjrite  in  cubic  crystals  in  slate  (Hillsdale). 
Canaan. — Clialcoeite,  clialcopjrite. 
Hudson.— Epidote,  selenite! 

ISew  Lebanon. — iSitrogen  springs,  graphite,  anthracite  ;  at  the  Ancram  lead  mine,  galenite,  barite, 
blende,  wulfeaite  (rare),  ciialcopynte,  calcareous  tufa ;  near  the  city  of  Hudson,  epsom  salt,  brown 
spar,  wad. 

DUTCHESS  CO. — Amenia.— Dolomite,  limonite,  turgite. 
Beckman. — Dolomite. 

Dover. — Dolomite,  tremolite,  garnet  (Foss  ore  bed),  staurolite,  limonite. 

FiSHKiLL. — Dolomite ;  near  Feckville,  talc,  asbestus,  graphite,  hornblende,  augite,  aciinolite, 
hydrous  anthophyllite,  limonite. 

North  East. — Chalcocite,  chalcopyrite,  galenite,  blende. 
Pawling. — Dolomite. 

Rhinebeck. — Calcite,  green  feldspar,  epidote,  tourmaline. 
Union  Vale. — At  the  Clove  mine,  gibbsite,  limonite. 

ESSEX  CO. — Alexandria. — Kirby's  graphite  mine,  graphite,  pyroxene,  scapolite,  sphene. 

Crown  Point. — Apatite  {QXX'^yvQhvoxia  of  Emmons),  brown  tourmaline!  in  the  apatite,  chlorite, 
quartz  crystals,  pink  and  blue  calcite,  pyrite;  a  short  distance  soutli  of  J.  C.  Hammond's  house, 
garnet,  scapolite,  chalcopyrite,  aventurine  feldspar,  zircon,  magnetic  iron  (Peru),  epidote,  mica. 

Keene. — Scapolite. 

Lewis. —  Tabular  spar,  colophonite,  garnet,  labradorite,  hornblende,  actinolite;  ten  miles  south  of 
the  village  of  Keeseville,  mispickel. 

Long  Pond. — Apatite,  garnet,  pyroxene,  idocrase,  coccolite  !  !  scapolite,  magnetite,  blue  calcite. 
AIcIntyre. — Labradorite,  garnet,  magnetite. 

MoRiAH,  at  t?aiidtord  Ore  Bed. — Ma/jnetite,  apatite,  allanite!  lanthanite,  actinolite,  and  feld- 
spar; at  Fisher  Ore  Bed,  magnetic  iron,  leldspar,  quartz;  at  Hall  Ore  Bed,  or  "New  Ore  Bed," 
magnetite,  zircons;  on  Mill  brook,  calcite,  pyroxene,  hornblende,  albite;  in  the  town  of  Moriali, 
magnetite,  black  mica. 
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Xewcomb. — Labradorite.  feldspar,  magnetic  iron,  hypersthene. 

POKT  Henry.  Brown  tourmaline,  mica,  rose  quartz,  strpentiae,  green  and  black  pyroxene,  lioru 
blende,  cryst.  pyrite,  graphite,  tabular  spar,  pyrrhotiue,  adularia;  phlogopite!  at  Cheever  Ore  Bed, 
with  magnetite  and  serpentine. 

Kogek's  Kock. — Graphite^  tabular  spar,  garnet,  coloplwnite,  feldspar,  adularia,  pyroxene,  spheriM, 
coecoiite. 

ScHROON'. —  Calciie,  pyroxene,  chondrodite. 

TicoXDEROGA. — Graphite!  pyroxene,  sahlite,  spJiene,  black  tourmaline,  cacoxene  ?  (Mt.  Defiance). 
AVestport. — Labradorite,  prehnite,  magnetite. 

"WiLLSBORO'. —  Tabular  spar,  colophonite,  garnet,  green  coecoiite,  hornblende, 

ERIE  CO.— Ellicotts  Mills. —  Calcareous  tufas. 

FRANKLIX  CO. — Chateaugay. — Nitrogen  springs,  calcareous  tufas, 
Maloxe. — Massive  pyrite,  magnetic  iron  ore. 

GENESEE  CO. — Acid  springs  containing  sulphuric  acid. 

GREEXE  CO.— Catskill.— CaZcife. 
DiAiioxD  Hill. —  Quartz  crystals. 

HERKIMER  GO.— Fmryiei^.— Quartz  crystals,  fetid  barite. 

Little  Falls. —  Quartz  crystals!  barite,  calcite,  anthracite,  pearl  spar,  smoky  quartz  \  one  mile 
south  of  Little  Falls,  calcite.  brown  spar,  feldspar. 

Mlddleville. —  Quartz  crystals!  calcite,  brown  and  pearl  spar,  anthracite. 
Xewport. —  Quartz  crystals. 

Salisbury. —  Quartz  crystals!  blende,  galeuile,  iron  and  copper  pyrites. 
Stark. — Fibrous  celesiite,  gypsum. 

HAMILTON  CO.— Long  Lake.— Blue  calcite. 

JEFFERSON  CO.— Adams.— Fluor,  calc  tufa,  barite. 

ALEX-A.XDRIA. — On  the  S.E.  bank  of  ^Nluscolonge  Lake,  fluorite,  phlogopite.  chalcopyrite ;  on  High 
Island,  in  the  St.  Lawrence  River,  feldspar,  tourmaline,  hornblende,  orthoclase,  celestite. 

Antwerp. — Stirling  iron  mine,  specular  iron,  chalcodite,  spathic  iron,  millerite,  red  hematite,  crys- 
tallized quartz,  yellow  aragonite,  uiccoliferous  iron  pyrites,  quarto  crystals,  pyrite ;  at  Oxbow,  calcite ! 
porous  coialloidal  heavy  spar;  near  Yrooman's  lake,  calcite!  idocrase,  phlogopite!  pyroxene,  sphene, 
tluorite.  pyrite,  chalcopyrite ;  also  feldspar,  bog-iron  ore,  scapolite  (farm  of  David  Eggleson),  serpen* 
tine,  tourmaline  (yeilow,  rare). 

Brownsville. — Celestite  in  slender  crystals,  calcite  (four  miles  from  "Watertown). 

Natural  Bridge. — Feldspar,  gieseckite!  steatite,  pseudomorphous  alter  pyroxene. 

New  Connecticut, — SpJiene,  brown  phlogopite. 

OiiAR. — Beryl,  feldspar,  specular  iron. 

Philadelphia. —  Garnets  on  Indian  river,  in  the  village. 

Pamelia. — Agaric  mineral,  calc  tufa. 

Pillar  Point. — Massict  heavy  spar  (exhausted). 

ThereS-a^ — Fluor,  calcite,  specular  iron  ore,  hornblende,  quartz  crystals,  serpentine  (associated 
with  the  specular  iron),  celestite,  strontianite ;  the  Muscolonge  Lake  locality  of  tluor  is  exhausted. 
Watertown. — Tremolitc,  agaric  mir^ral,  calc  tufa,  celestite, 
"WiLNA. — One  mile  north  of  Natural  Bridge,  calcite. 

LEWIS  CO. — Diana  (localities  mostly  near  junction  of  crystalline  and  sedimentary  rocks,  and 
within  two  miles  of  Natural  Bridge). — Scapolite!  tabular  spar,  green  coecoiite,  feldspar,  tremolit&, 
pyroxene!  sphene!  !  mica,  quartz  crystals,  drusy  quartz,  cryst.  pyrite,  pyrrhotite,  blue  calcite,  ser- 
pentine, rensselaerite,  zircon,  graphite,  chlorite,  specular  iron,  bog-iron  ore,  iron  sand,  apatite. 

Greig. — Magnetite,  pyrite. 

LoAVViLLE. —  Calcite,  tluorite,  pyrite.  galenite,  blende,  calc  tufa. 
Martinsbubgh. — "Wad.  galenite,  etc.,  but  mine  not  now  opened,  calcite. 
Watson,  Bremen. — Bog-iron  ore. 

MONROE  CO. — RocHESTEB. — Pearl  spar,  calc  spar,  snowy  gypsum,  fluor,  celestite,  galenite, 
blende,  barite,  hornstone. 
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MOXTGOMERT  CO.— Canajoharie.— Anthracite. 

Palatine. —  Quartz  crystals,  drusy  quartz,  anthracite,  hornstone,  agnte,  garnet. 
Root. — Pea>l  spar,  drusy  quartz,  blende,  barite,  stalactite,  stalagmite,  galenite,  pyrite. 

NEW  YORK  CO. — Corlear's  Hook. — Apatite,  brown  and  yellow  feldspar,  sphene. 
KiXGSBRiDGE. — Trernolite,  pjjroxene,  mica,  tourmaline,  pyrites,  rutile,  dolomite. 
Harlem. — Epidote,  apophyllite,  siilbite,  tourmalme,  vivianite,  lamellar  feldspar,  mica. 
New  York. — Strpentint.  amiantJms,  actiuoiite,  pyroxene,  hydrous  anlhophyllite,  garnet  stauro 
lite,  molybdenite,  graphite,  chlorite,  jasper,  necroaite,  feldspar. 

NIAGARA  CO. — I.ewiston. — Epsomite. 

LoCKPORT  —  Celestite,  calcite,  selenite,  anhydrite,  fluorite,  dolomite,  blende, 
Niagara  Falls. —  Calcite,  fluorite,  blende,  dolomite. 

ONEIDA  CO. — Booxville. —  Calcite,  tabular  spar,  coccolite. 

Clintox. — Blende,  knticular  argillaceous  iron  ore;  in  rocks  of  the  Clinton  Group,  strontianite, 
celestiie,  the  former  covering  the  latter. 

ONONDAGA  CO. — Camillus. — Selenite  and  fibrous  gypsum. 

Cold  Spring. — Axiuite. 

Manlius. —  Gypsum  and  fluor. 

Syracuse. — Serpentine,  celestite,  selenite,  barite. 

ORANGE  CO. — Cornwall. — Zircon,  chondrodite,  hornblende,  spinel,  massive  feldspar,  fibrous 
epidote,  hudsonite,  menaccanite,  serpentine,  coccolite. 
Deer  Park. —  Cryst.  pyrite,  galenite. 

Monroe. — Mica!  sphene!  garnet,  colophonite,  epidote,  chondrodite,  allanite,  bucholzite,  brown 
spar,  spinel,  hornblende,  talc,  menaccanite,  pyrrJiotite,  pyrite,  chromic  iron,  graphite,  rastolyte, 
moronolile. 

At  WiLKS  and  O'Neil  Mine  in  Monroe. — Aragonite,  magnetite,  dimagnetite  (pseud.?),  jenkinsite, 

asbestus.  serpentine,  mica. 

At  Two  Ponds  in  Monroe. — Pyroxene  !  chondrodite,  hornblende,  scapolite  !  zircon,  sphene,  apatite. 

At  Greenwood  Furnace  in  Monroe. —  Chondrodite,  pyroxene!  mica,  hornblende,  spinel,  scapo- 
Icte,  biotite !  meuaccanite. 

At  Forest  of  Dean. — Pyroxene,  spinel,  zircon,  scapolite,  hornblende. 

Town  of  Warwick,  W^arwick  Village. — Spinel!  zircon,  serpentine!  brown  spar,  pyroxene! 
hornblende!  pseudomorphous  steatite,  feldspar!  (Rock  Hill),  menaccanite,  clintonite,  tourmaline  (R. 
H.),  rutile,  sphene,  molybdenite,  mispickel,  marcasite,  pyrite,  yellow  iron  sinter,  quartz,  jasper,  mica, 
coccolite. 

Amity. — Spinel!  garnet,  scapolite,  hornblende,  idocrase,  epidote!  clintonite!  magnetite,  tourmaline, 
warwickite,  apatite,  chondrodite,  talc!  pyroxene!  rutile,  menaccanite,  zircon,  corundum,  feldspar^ 
sphene,  calc  spar,  serpentine,  schiller  spar(?),  silvery  mica. 

Edenville. — Apatite,  chondrodite !  hair-brown  hornblende!  tremolite,  spinel,  tourmaline,  warwick- 
ite, pyroxene,  sphene,  mica,  feldspar,  mispickel,  orpiment,  rutile,  menaccanite,  scorodite,  copper 
pyrites. 

West  Point. — Feldspar,  mica,  scapolite,  sphene,  hornblende,  allanite. 

PUTNAM  CO. — Carmel  (Brown's  quarry). — Anthophyllite,  schiller  spar  (?),  orpiment,  mispickel, 
epidote. 

Cold  Spring. — Chabazite,  mica,  sphene.  epidote. 

Patterson. —  White  pyroxene !  calc  spar,  asbestus,  tremx>lite,  dolomite,  massive  pyrite. 
Phillipstown. — Tremolite,  amiantlius,  serpentine,  sphene,  diopside.  green  coccolite,  hornblende, 
scajjolite,  stilbite,  mica,  laumontite,  gurhofite,  calc  spar,  magnetic  iron,  chromite. 
Phillips  Ore  Bed. — Hyalite,  actinolite,  massive  pyrite. 

RENSSELAER  CO  —Hoosic— Nitrogen  springs. 
Lansingburgh. — Epsomite,  quartz  crystals,  pyrite. 
Troy. —  Quartz  crystals,  pyrite,  selenite. 

RICHMOND  CO. — Rossville, — Lignite,  cryst  pyrite. 

Quarantls-e. — Asbestus,  amianthus,  aragonite,  dolomite,  gurhofite,  brucite,  serpentine,  talc,  mag* 
nesite. 
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ROCKLAND  CO.— Caldwell.— Cafc/fe 
Grassy  Point. — Serpen  line,  aciiuulite. 
Havkrstraw. — Horubltitde,  banle. 
Ladentown. — Zircon,  malachite,  cuprite, 

PiERMONT, — Datulite,  blilbite,  apupi)yllite,  stellite,  prehnite,  thomsonite,  calcite,  chabazite. 
Stony  Point. — Cerolite,  lamellar  horublende,  asbes'tus. 

ST.  LAWRENCE  CO. — Canton. — Ifassive  jjyrite,  calcite,  brown  tourmaline,  sphene,  serpentim^ 
talc,  rensstlaeritt^  pyroxene,  specular  iron,  chalcopyrite. 

,  Dekalu. — lloriibltude,  barite,  Jiuorite^  tremolite,  tourmaline,  blende,  graphite,  pyroxene,  quartz 
(spongy),  serpentine. 

Edwards. — Brown  and  silvery  mica!  scapolite,  apatite,  quartz  crystals,  actinolite,  tremolite, 
specular  iron,  serpentine,  magnetite. 
Fine. — Black  mica,  hornblende. 

Fowler. — Barite,  quartz  crystals !  specular  iron,  blende,  galenite,  tremolite,  chalcedony,  bog  ore, 
satin  spar  (assoc.  with  serpentine),  iron  and  copper  pyrites,  actinolite,  rensselaerite  (near  Somer- 
ville). 

GouVERXEUR. —  Calcite!  serpentine!  hornblende!  scapolite!  orthoclase,  tourmaline!  idocrase  (one 
mile  south  of  G.),  pyroxene,  apatite,  rensselaerite,  serpentine,  sphene,  fluorite,  barite  (farm  of  Judge 
Dodge),  black  mica,  phlogopite,  tremolite!  -dshestus,  sjiecular  iron,  graphite,  idocrase;  (near  Somer- 
ville  in  serpentine)  hougliite,  scapolite,  phlogopite,  dolomite;  three-quarters  of  a  mile  west 

of  Soraervilie,  chondrodite,  spinel ;  two  miles  north  of  iSomerville,  apatite,  pyrite,  brown  towr- 
maline !  ! 

Hammond. — Apatite!  zircon!  (farm  of  Mr.  Hardy),  orthoclase  (loxolase),  pargasite,  barite,  pyrite, 
purple  fluorite,  dolomite. 

Hermon. —  Quartz  crystals,  specular  iron,  spatJiic  iron,  pargasite,  pyroxene,  serpentine,  tourma- 
line, bog-n  on  ore. 

Macomb. — Blende,  mica,  galenite  (on  laud  of  James  Averil),  sphene. 

Mineral  Point,  Morristown. — Fluorite,  blende,  galenite,  phlogopite  (Pope's  Mills),  barite. 

Ogdensburg.— Labradorite. 

Pitcairn. — Satin  spar,  associated  with  serpentine. 

Potsdam. — Hornblende ! — eiglit  miles  from  Poisdam  on  road  to  Pierrepont,  feldspar,  tourmaline^ 
black  mica,  hornblende. 

KossiE  (Iron  Mines). — Barite.  specular  iron,  coralloidal  aragonite  in  mines  near  Somerville, 
limoniie,  quartz  (sometimes  stalactitic  at  Parish  iron  mine),  pyrite,' pearl  spar. 

RossiE  Lead  Mine. —  Calcite!  galenite!  pyrite,  celestite,  chalcopyrite,  sjjathic  ii'on!  cerussite,  an- 
gles! te,  octahedral  fluor,  black  phlogopite. 

Elsewhere  in  RossiE. —  Calcite,  barite,  quartz  crystals,  chondrodite  (near  Yellow  Lake),  feldspar ! 
2)argasite!  apatite,  pyroxene,  hornblende,  sphene,  zircon,  mica,  fluorite,  serpentine,  automolite, 
pearl  spar,  graphite. 

RusSEL. — Pargasite,  specular  iron,  quartz  (dodec),  calcite,  serpentine,  rensselaerite,  magnetite. 

SARATOGA  CO. — Greenfield. —  Chrysoberyl!  garnet!  tourmaline!  mica,  feldspar,  apatite^ 
graphite,  aragonite  (in  iron  mines). 

SCHOHARIE  CO.— Ball's  Cave,  and  others.— Calcite,  stalactites. 
Carlisle. — Fibrous  sulphate  of  baryta,  cryst.  and  Jib.  carbonate  of  lime. 
MiDDLEBURY. — Anthracite,  calcite. 
Sharon. — Calcareous  tufa. 

Schoharie. — Fibrous  celestite,  strontianite  !  cryst.  pyrites  ! 
SENECA  CO. — Ga-^oqa.— Nitrogen  springs. 

SULLIVAN  CO.— Wurtzboro'. —  Galenite,  blende,  pyrite,  chalcopyrite. 
TOMPKINS  CO.— Ithaca.— Calcareous  tufa. 

ULSTER  CO. — Ellenville. —  Galenite,  \Aen&e,  chalcopyrite!  quartz,  brookite. 
Marbletown.— Pyrite. 


WARREN  CO.— Caldwell.— i/a55zVe  feldspar. 
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Chester. — Pyrite,  tourmaline,  rutile,  chalcopyrite. 
Diamond  Isle  (Lake  George). —  Calcite,  quartz  crystals. 
Glexn's  Falls. — Rhomb  spar. 

JoH'SSBijiiG.—Flicorite!  zircon!  !  graphite^  serpentine,  pyrite. 

WASHINGTON  CO.— Fort  A^-y.— GrapJuie,  serpentine. 
Granville. — LarneUar  pyroxene,  massive  feldspar,  epidote. 

WAYNE  CO.— WOLCOTT.— Barite. 

WESTCHESTER  CO. — Anthony's  Xose. — Apatite,  pyrite,  calcite !  in  very  large  tabular  ciystals, 
grouped,  and  sometimes  incrusted  with  drusy  qtiartz. 
Davenport's  Neck. — Serpentine,  garnet,  sphene. 
Eastchester.— Blende,  copper  and  iron  pyrites,  dolomite. 
Hastings. — Treraolite,  white  pyroxene. 

New  Rochelle. — Serpentine,  brucite,  quartz,  mica,  tremolite,  garnet,  magnesite. 
Peekskill. — Mica,  feldspar,  hornblende,  stilbite.  sphene. 
Rye. — Serpentine,  chlorite,  black  tourmaline,  tremolite. 

SiNGSiNG. — Pyroxene,  tremolite,  pyrite,  beryl,  azurite.  green  malachite,  white  lead  ore,  pjrromor- 
phite,  anglesite,  vauquelinite,  galeniie,  native  silver,  chalcopyrite. 

West  Farms. — Apatite,  tremolite.  garnet,  stilbite,  heulandite,  chabazite,  epidote,  sphene. 
YoNKERS. — Tremolite,  apatite,  calcite,  analcite,  pyrite,  tourmaline. 
Yorktown. — Sillimanite,  Tmnazite,  magnetite. 


NEW  JERSEY. 

Andover  Iron  Mint:  (Sussex  Co.). — Willemite,  brown  garnet 
Allentown  (Monmouth  Co.), —  Vivianite,  dufrenite, 
Belville. — Copper  mines. 

Bergen. —  Calcite!  datolite!  pectolite  (called  stellile)!  analcite,  apophyllite  !  prehnite,  siphcne,  stiU 
Mte,  natrolite,  heulandite,  laumontite,  chabazite,  pyrite,  pseudomorphous  steatite  imitative  of  apo- 
phyllite. 

Brunswick. — Copper  mines;  native  copper,  malachite,  mountain  leather. 

Bryam. — Chondrodite.  spinel,  at  Roseville,  epidote. 

Cantwell's  Bridge  (Newcastle  Co.).  three  miles  west. — Vivianite. 

Danville  (Jemmy  Jump  Ridge). —  G-raphite,  chondrodite,  augite,  mica. 

Flemington. — Copper  mines. 

Frankfort. — Serpentine. 

Franklin  and  Sterling. — Spinel !  garnet !  rhodonite  !  willemite !  franMinite !  red  zinc  ore  ! 
dysluite!  hornblende,  tremolite,  chondrodite,  white  scapolite,  black  tourmaline,  epidote,  pink  calcite, 
mica,  actinolite,  augite,  sahlite,  coccolite,  asbestus,  jeffersonite  (augite),  calamine,  graphite,  fluorite, 
beryl,  galenite,  serpentine,  honey-colored  sphene,  quartz,  chalcedony,  amethyst,  zircon,  molybdenite, 
vivianite,  tephroite,  rhodochrosite,  aragouite.    Also  algerite  in  gran,  limestone. 

Franklin  and  Warwick  Mts. — Pyrite. 

Greenbrook. — Copper  mines. 

Griggstown. — Copper  mines. 

Hamburgh — One  mile  north,  spinel!  tourmaline,  phlogopite,  hornblende,  limonite,  specular  iron. 
HoBOKEN. — Serpentine  (marmolite),  brucite,  nemalite  (or  fibrous  brucite),  aragonite,  dolomite, 
"HuRDSTOWN. — Apatite,  magnetic  pyrites,  magnetite. 
Imleytown. — Vivianite. 

LocKwooD. —  Graphite,  chondrodite,  talc,  augite,  quartz,  green  spinel. 
Montville  (Morris  Co.). — Serpentine,  chrysotile. 

MuLLiCA  Hill  (Gloucester  Co.). —  Vivianite  lining  belemnites  and  other  fossils. 
Newton. — Spinel,  blue,  pink,  and  white  corundum,  mica,  idocrase,  hornblende,  tourmaline,  scapo' 
Me,  rutile,  pyrite,  talc,  calcite,  barite,  pseudomorphous  steatite. 
Paterson. — Datolite. 


PENNSYLVANIA. 

BERKS  CO. — Morgantown. — At  Jones's  mines,  one  mile  east  of  Morgantown,  green  malacMtA, 
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chry<;ocoIla,  magnetite,  pj'rite,  chalcopyrite,  aragoiiite.  talc ;  two  miles  KE.  from  Jones's  mine, 
grapliiie,  spheiie;  at  Steele's  mine,  one  mile  iS'.W.  from  St.  Mary's,  Chester  Co.,  luagndite,  mica- 
ceous iron,  coccolite,  brown  garnet. 

Reading. — Smoky  quartz  crystals,  zircon,  stilbite,  iron  ore ;  at  Eckhardt's  Furnace,  allanite  with 
zircon. 

BUCKS  CO. — BuCKiXGHAM  Township.— Crystallized  quartz. 

SOUTHAMPTOX. — Near  the  village  of  Feasterville.  in  the  quarry  of  Geo.  Van  Arsdale,  graphite^ 
pyroxene,  sahlite,  coccolite,  sphtne^  green  mica,  ealcite,  woUantonite,  glassy  feldspar  sometnnea 
opalescent,  phlogopite,  blue  quartz,  garntt,  molybdenite,  zircon,  pyrite,  moroxite. 

CARBOX  CO. — Summit  Hill,  in  coal  mines. — Eaolinite. 

CHESTER  CO. — Birmingham  Township. —  Amethyst,  5??Z(9/c-2/ guarfe,  serpentine  ;  in  Ab'm  Dar- 
lington's  lime  quarry,  ca:ciie. 

East  Bradford. — .Near  Buffington's  bridge  on  the  Brandy  wine,  green,  blue,  and  gray  cyanite, 
the  gray  cyaniie  is  found  loos©  in  the  soil  in  crystal.^;  on  the  farms  of  Dr.  Elwyu,  Mis.  Fouike,  Wm. 
Gibbous,  and  Saail.  Eiiinkin,  a/ndJiyst.  Ac  Stioae's  mill,  asbesius,  magnesite,  anthophyllite,  oligo 
clase,  drusy  quartz,  coUyrite  ?  on  Osborne's  Hiii,  v:ad,  manganesian  garnet  {vn-A?,s\\Q),  sjyJiene,  schoii; 
at  Caleb  Cope's  lime  quarry,  /did  dolomite,  necronite,  garnets,  blue  cyanite,  yellow  actinolite  in  talc; 
near  the  Black  Horse  Inn,  indurated  talc,  rutiie;  on  Amor  Davis'  tarm,  ortJiite!  massive,- from  a 
grain  to  lumps  of  one  pound  weight;  near  the  paper-mill  on  the  Brandy  wine,  zircon,  associated 
with  titaniftrous  iron  in  blue  quartz 

West  Bradford. — Near  the  village  of  ^larshalcon,  grem  cyanite,  ruiile,  scapolite,  pyrite,  stauro- 
lite  ;  at  the  Chester  County  Poor-house  limestone  quan  y.  cht-sttrlite  !  ni  crystals  implanted  on  dolo- 
mite, rutiie !  in  brilliant  acicu  ar  c-rvstals,  which  are  hnely  terminated,  ealcite  in  scalenohedrons, 
zoisite,  damourite    in  radiated  groups  of  crystals  on  dolomite,  quartz  crystals. 

Charlestowx. — Pyromorpliite,  cerussite,  galenite,  quartz. 

South  Coventry. — In  Chrisman's  limestone  quarry,  near  Coventry  village,  augite,  sphene, 
grapliite,  zircon  in  iron  ore  (about  half  a  mile  from  the  village). 
East  Fallowfield. — ^Soapstone. 
East  Goshen. — Serpen  tine,  ashestus. 

"West  Goshen. — On  the  Barrens,  one  mile  north  of  \\'est  Chester,  amianthus,  serpentine,  cellular 
quartz,  jasper,  chalcedony,  drusy  quartz,  chlorite,  raarmoUte.  indurated  talc,  magnesite  in  radiated 
crystals  on  serpentine,  heaiatite,  asbestus ;  near  R.  Taylor's  mill,  cliromite  in  octahedral  crystals, 
deweylite,  radiated  magnesite.  aragonite,  staurolite,  garnet,  asbestus,  epidote;  zoisite  on  hornblende 
at  West  Chester  water-work>  (not  accessible  at  present). 

Xew  Garden. — At  Xivin's  limestone  quarry,  brown  tourmaline,  necronite,  scapolite,  apatite,  brown 
and  green  mica,  rutiie,  aragonite,  jibrolite,  kaolinite. 

Kennett. — Actinolite.  brown  tourmaline,  brown  mica,  epidote,  tremolite,  scapolite,  aragonite;  on 
Wm.  Cloud's  farm,  sw/istvne!  !  sphene.  At  Pearce's  old  mill,  zoisite,  epidote,  sunstone ;  sunstone 
occurs  in  good  specimens  at  various  places  in  the  range  of  hornblende  rocks  rtiuning  through  this 
townsliip  from  X.E.  to  S.W. 

Lower  Oxford. — Garnets,  pyrite  in  cubic  crystals. 

London  Grove. — Rutiie,  jasper,  chalcedony  (botryoidal) ;  in  Wm.  Jackson's  limestone  quarry, 
yellow  tourmaline,  tremolite;  at  Pusey's  quarry,  rutiie,  tremolite. 

E.A.ST  Marlborough. — On  the  farm  of  Baily  &,  Brothers,  one  mile  south  of  Unionville,  bright 
yellow  and  nearly  white  tourmaline,  chesterlite,  albite ;  near  Marlborougii  meetin^-iiouse,  epidote, 
serpentine,  acieular  black  tourma  iue  in  white  quartz;  zircon  in  small  perfect  ci\stais  lootie  in  the 
soil  at  Pusey's  saw-uiill,  two  miles  S.W.  of  Unionville. 

West  Marlborough. — Xear  Logan's  quarry,  staurolite,  cyanite,  yellow  tonrmaline.  rutiie,  gar- 
nets;  near  Doe  Rmi  vil  age,  hematite,  scapolite,  tremolite;  m  K.  Baily's  limestone  quarry,  two  and 
a  half  miles  S.W.  ot'    mo uwWq,  fibrous  tremolite,  cyanite,  scapolite. 

Xewlin. — Ou  the  serpentine  barrens,  one  and  a  half  miles  X.E.  of  Unionville,  corundum!  mas- 
sive and  crystallized,  also  in  crystals  in  albite.  often  in  k)ose  crystals  covered  witti  a  thin  coaling 
of  .steatite,  talc,  picrolite,  bruciie,  green  tourmaline,  with  Hat  pyramidal  terminations  in  albite, 
unionite  (rare),  euphyllite,  mica  in  hexagonal  crystals, /eW6;/)ar,  beryl!  in  hexagonal  crystals,  one  (;f 
which  weighs  51  lbs.,  chromic  iron.  dru.sy  quartz,  green  quartz,  actinolite,  emeryiite,  chlori)ioid,  diai- 
lage,  oligoclase ;  on  Juhnson  Patterson's  farm,  massive  corundum,  titanit'erous  iron,  clinocJilore,  eme- 
ryiite,  sometimes  colored  green  by  chrome,  albite,  orthoclase,  halloysite,  margarite,  garnets,  beryl; 
oil  J.  Lesley's  farm,  corundum,  crystallized  and  in  massive  lumps,  one  of  which  weighed  5200  lbs., 
diaspore!  !  emerylite!  euphyllite  crystallized  !  green  fowrj?2aZ//<e,  transparent  crystals  in  the  ei/j:/^?///i/(2, 
orthoclase;  two  miles  N.  of  Unionville,  magnetite  in  octahedral  crystals;  one  mile  E.  of  Uuiouvillti, 
hematite;  in  Edwards's  old  limestone  quarry,  purple  fluor,  rutiie. 
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East  NoTTixGiiAii. — Sand  chrome,  ashestus,  chromic  iron  in  octahedral  crvstals. 

West  Nottingham. — At  Scoti's  chrome  mine,  cliromic  iron,  foliated  talc,  maimolite,  serpentine^ 
chalcedony,  rhodochronie ;  at  the  magnesia  quarry,  deweylite,  marmolite,  maguesite,  leehte,  serpentine, 
Sand  chrome. 

Kast  PiKEi.AND. — Iron  ore. 

"West  Pik eland. — In  ilie  iron  mines  near  Chester  Springs,  gibbsite,  zircon,  hydro-hematite,  hemor 
titc  'vstalaclilicjil  and  in  geodes). 
Pens'. — Garnets,  agahnatoHte. 

Pennshuky. — On  John  Craig's  f;irm,  brown  garnets,  mica;  on  J.  Dilworth's  farm,  near  Fairville, 
mu-scov itt !  in  hexagonal  prisn^s  from  one  quarter  to  seven  inches  in  diameter ;  in  the  vihage  of 
Fan-ville,  sundone ;  near  Brinton's  ford  on  the  Brandy  wine,  chondrodite,  sphene,  diopside,  augit",, 
coccohte;  at  Mendenliall's  old  Hniesione  quarry, /e^/d  quartz,  sunstone. 

PocoPSON.  — On  the  farms  of  John  Kntrikin  and  Jos.  B.  l>arhngton,  amethyst. 

Sadsbuky. — Eatile !  !  splendid  genii-ulated  crystals  are  found  loose  in  the  soil  for  seven  miles 
along  the  valley,  and  particularly  near  the  village  of  Parkesburg,  where  they  sometimes  occur  weigh- 
iiig  one  pound,  doubly  geniculated  and  of  a  deep  red  color ;  near  Sadsbury  village,  amethyat, 
tourmaline,  epidotf,  ynilk  quartz. 

Schuylkill. — In  the  railroad  tunnel  at  Phoenixville,  dolomite!  sometimes  coated  with  pyrite, 
quartz  crystals,  yellow  blende,  brookite,  calcite  in  hexHgonal  crystals  enclosing  pyrite;  at  tlio 
Wheatley,  Brookdale,  and  Chester  County  lead  mines,  one  and  a  half  miles  S.  of  Phcenixville, 
2'>yromorphite!  cerussite !  galenite,  angksite!  !  quartz  crystals,  chaleopyrite,  barite,  fluorite  (vvhiie), 
stolzite,  wulfenite!  calamine,  vanadinite,  blende!  mimettne!  native  copper,  malachite,  azurite,  limo- 
uite.  calcite,  sulphur,  pyrite,  indigo  copper,  black  oxide  of  copper,  phosphochalcite.  gersdorfiite. 

Thoenbury\ — On  Jos.  H.  Brinton's  farm,  mitscovite  containing  acicular  crystals  of  tourmaline, 
rutile,  titaniferous  iron. 

Tredyffrin.— P//;7Ye  in  cubic  crystals  loose  in  the  soil. 

Uwchlan. — Massive  blue  quartz,  graphite. 

"Warren. — Melanite,  feldspar, 

WiLLiSTOWN. — Magnetite,  chromite,  actinolite,  asbestus. 

West-Town.— On  the  serpentine  rocks  3  miles  S.  of  West  Chester,  clinochlore !  jefferisite  !  mica, 
asbestus,  actinolite,  magnesite,  talc,  titaniferous  iron. 

East  Whiteland. — Pyrite,  in  very  perfect  cubic  crystals,  is  found  on  nearly  every  farm  in  this 
township,  quartz  cr3'stals  found  loose  in  the  soil. 

West  Whiteland. — At  Gen.  Trimble's  iron  mine,  stalactitical  hematite  !  wavellite  !  !  in  radiated 
stalactites. 

Warwick. — At  the  Elizabeth  mine,  and  Keim's  old  iron  mine  adjoining,  one  mile  X.  of  Knauer- 
town,  aplome  garnet!  in  brilliant  dodecahedrons,  Jiosferri,  p>yrojcene,  micaceous  iron,  p)yrite\i\  bright 
Octahedral  crystals  in  calcite,  chaleopyrite  massive  and  in  single  tetrahedral  crystals,  magnetite, 
fascicular  hornblende!  bm-nite,  malachite,  broion  garnet,  calcite,  byssolite!  serpentine;  near  the  vil- 
lage of  St.  Mary's,  magnetite  in  dodecahedral  crystals,  melanite,  garnet,  actinolite  in  small  radiated 
nodules ;  at  the  Hopewell  iron  mine,  one  mile  N.W.  of  !St.  Mary's,  magnetite  in  octahedral 
crystals. 

COLUMBIA  CO. — At  Webb's  mine,  yellow  blende  in  calcite;  near Bloomsburg,  cryst.  magne- 
tite. 

DAUPHIN  CO. — Xear  Hammelstown. — Green  garnets,  cryst.  smoky  quartz,  feldspar. 

DELAWARE  CO. — Aston  Township. — Amethyst,  corundum,  emerylite,  staurolite,  fibrolite, 
black  tourmaline,  pearl  mica,  sunstone,  asbestus,  anthophyllite,  steatite;  near  Tyson's  mill,  garnet, 
staurolite  ;  at  Peter's  mill-dam  in  the  creek,  pijrope  garnet. 

Birmingham.— i^/tro/iYe,  kaolin  (abundant),  crystals  of  ritile,  amethyst;  at  Bullock's  old  quarry, 
zircon,  bucholzite,  nacrite,  yellow  crystallized  quartz,  feldspar. 

Blue  Hill. — Green  quartz  crystals. 

Chester. — Amethyst,  black  tourmaline,  beryl,  crystals  of  feldspar,  garnet,  cryst.  pyrite,  onolyb- 
denite,  molybdic  ochre,  chaleopyrite,  kaolin. 

Chichester.— Near  Trainer's  mill-dam,  beryl,  tourmaline,  crystals  of  feldspar,  kaolin ;  on  Wm. 
Eyre's  farm,  tourmaline. 

Concord. — Crystals  of  mica,  crystals  of  feldspar,  kaolin  abundant,  drv^y  quartz  of  a  blue  and 
green  color,  meerschaum,  stellated  tremolite,  some  of  the  rays  6^  in.  diameter,  anthophyllite,  tibrolite, 
acicular  crystals  of  rutile,  pyrope  in  quartz,  amethyst,  actinolite,  mangancsian  garnet,  beryl;  in 
Green's  creek,  pyrope  garnet. 

Darby. — Blue  and  gray  cyanite,  garnet,  staurolite,  zoisite,  quartz,  beryl,  chlorite,  mica,  limonite, 
Edgemont. — Aiuetliyat,  oxide  of  manganese,  crystals  of  feldspar;  one  mile  east  of  Edgemoni 
llall,  rutilt  in  quartz. 
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Greex's  Creek. —  G'a?-ne^  (so-called  pyrope). 

Marple. — Tuurmaline,  andalusite,  anietliyst,  actinolite,  anthophyllite,  talc,  radiated  actinoUtt  ii  talc, 
chroniite,  drimj  quartz,  beryl,  cryst.  pyrite,  titanic  iron  in  quartz,  chlorite. 

MiDDLETOWX. — Aniethyst,  htrijl,  black  mica,  mica  wuh  reliculaled  magnetite  between  ilie  plates, 
mamjantsicin  yarnet^ .'  large  trapezuliedrai  crystals,  some  o  in.  in  diameter,  indurated  talc,  hexagonal 
crystals  o{'  ndilc,  crystals  of  mica,  yrttn  quartz!  antliophyllite,  radiated  tourmaline,  siaiiroiite,  titanic 
iron,  fibrolite.  serpentine;  at  Lenni,  cldorite.  green  and  b]\nv/.e  vermiculitt!  gretn  feldspar;  i>t  Min- 
eral Hill,  tine  crystals  of  corundum,  one  of  which  weighs  If  \hi^.,  actinolite  in  great  variety,  bronziie, 
green  ftkhpar,  moonstone,  sunstone,  graphic  granite,  magnesite,  octulitdral  crystals  of  cliro/uilc  in  gieal 
quantity,  beryl,  chalcedony,  asbe^tus.  jibrous  liornblmde,  rutile,  staurolite. 

Xewtowx. — Serpeuluie,  hematite. 

Upi'ER  Phovidexce. — Anthopliyllite,  tremolite,  radiated  ashestus,  radiated  actinolite,  tourmaline, 
leryl,  green  feldspar,  amethyst  (one  found  on  Morgan  Hunter's  farm  weighing  over  7  lbs.),  andalusitt ! 
(one  terminated  crystal  found  on  the  farm  of  Jas.  Wurrall  weighs  1\  ibs.j;  at  Blue  Hi  1,  very  fine 
crystals  of  blue  quartz  in  chlorite,  amianthus  in  serpentine. 

Lower  Providexce. — Amethyst,  green  htica,  garnet,  large  crystals  of  feldspar  !  (some  over  100 
lb-,  in  weight). 

Radnor.—  Go.rnet,  marmolite,  deweylite,  chromite,  asbestus,  magnesite,  talc,  blue  quartz,  picro- 
lite,  limonite,  magnetite. 

Sprixgfield. — Andalusite,  tourmaline,  beryl,  titanic  iron,  garnet ;  on  Fell's  Laurel  Hill,  beryl, 
garnet;  near  Beattie's  mill,  staurolite,  apatite;  near  Lewis's  paper-mill,  tourmaline,  mica. 
Thorxbury. — Amethyst. 

HUNTINGDOX  CO. — Near  Trax-kstowx. — In  the  bed  of  a  stream  and  ou  the  side  of  a  hill, 
fibrous  celestite  (abundant),  quartz  crystals. 

LAXC.ISTER  CO.— Drumore  ToTN'xgniP.—Quartz  crystals. 

FuLTOX. — At  Woods  chrome  mine,  near  the  village  of  Texas,  brucite ! !  zaratite  (emerald 
mckei },  jyennite  !  ripidx>iite!  kammererite  !  baltimorite,  chromic  iron,  williamsite,  chrysolite!  raarmo- 
l\ie,  picrolite,  hydroniagnesite,  dolomite,  magnesite,  aragonite^  calcite,  serpentine,  hematite,-  meuacca- 
nite,  g  nthite,  olirome-garnet,  bronzite ;  at  L«>w's  mine,  hydromaynesite,  brucite  (lancasterite),  picro- 
lite, magnesite,  ivilliamsite,  chromic  iron,  talc,  zaratite,  baltimorite,  serpentine,  hematite ;  on  M. 
Boices  farm,  one  mile  N.W.  of  the  village,  pyrite,  in  cubes  and  various  modifications,  anthophyllite  ; 
near  Rock  Springs,  chalcedony,  carnelian,  'moss  agate,  green  tourmaline  in  tale,  titanic  iron,  octahedral 
magnetite  in  chlorite:  at  Reynold's  old  mine,  calcite,  talc,  picrolite,  chromite. 

Gap  Mixes. — Chalcopyrite,  pyrrhotite  (niccoliferous),  raillerite  in  botryoidal  radiations,  vivianite  ' 
(rare),  actinolite,  pyroxene  crystals,  siderite. 

Pequea  Valley. — Eight  miles  south  of  Lancaster,  argentiferous  galenite  (said  to  contain  250  to 
3Uu  oz.  of  silver  to  the  ton?),  vauquelmite  at  Pequea  mine;  lour  miles  jS.W.  of  Lancaster,  on  the 
Lancaster  and  Harrisburg  Railroad,  caiamine,  galenite,  blende;  pyrite  in  cubic  crystals  is  found  in 
great  abundance  near  the  city  of  Lancaster ;  at  the  Lancaster  zinc  mines,  calamine,  blende,  tennaut- 
iie  ?  smitlisonite  (pseud,  of  dolomite),  aurichalcite. 

LEBAXON  CO. — Corxwall. — Magnetite,  pyrite  (cobaltiferous),  chalcopN  rite,  native  copper, 
azurite,  malachite,  chrysocolla,  cuprite,  allophane,  brochantite,  serpentine,  quartz  pseudomorphs ;  gale- 
nite (with  octahedral  cleavage),  fluorite. 

LEHIGH  CO. — Friedexsville. — At  the  zinc  mines,  calamine,  smitlisonite,  hydrozincite,  massive 
blende,  sulphid  of  cadmiam,  quartz,  allophane,  zinciferous  clay;  near  AUentown,  magnetite,  pipe- 
iron  ore  ;  near  Bethlehem,  on  S.  Mountain,  allaaite,  with  zircon  and  altered  sphene  in  syenite, 
magnetite,  black  spinel,  tourmaUne. 

MONROE  CO. — In  Cherry  Valley. —  Calcite,  chalcedony,  quartz;  in  Poconac  Valley,  near 
Judge  Mervine's,  cryst.  quartz. 

MOXTGO^IERY  CO. — CoxSHonoCKEX\ — Fibrous  tourmaline,  titanic  iron,  aventurine  quartz, 
phyllite;  in  the  quarry  of  Geo.  Bullock,  calcite  in  hexagonal  prisms,  ai  agonite. 

Lower  Providexce. —  At  the  Perkiomen  lead  and  copper  mines,  near  the  village  of  Shannonville, 
azurite,  blende,  galenite,  pyromorphite,  cerussite,  wulfenite,  anglesite,  barite,  calamine,  chalcopyrite, 
malachite,  chrysocolla.  brown  spar. 

White  Marsh. — At  D.  0.  Hitner's  iron  mine,  five  and  a  half  miles  from  Spring  Mills,  limonite 
in  geodes  and  stalactites,  gothite,  pyrolusite,  wad.  lepidocrocite ;  at  Edge  Hill  Street,  Xorth  Penn- 
sylvania Railroad,  titanic  iron;  one  mile  S.W.  of  Hitner's  iron  mine,  limonite,  velvety,  stalactitic,  aud 
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fibrous,  fibres  three  inches  long,  gdtJiite,  pyrolusite,  velvet  manganese,  wad;  near  Marble  Hall,  at 
Hituer's  marble  quarry,  white  marble,  grniiular  barite,  resembhng  marble;  at  Spring  Mills,  limon- 
ite;  at  Flat  Rock  Tunnel,  opposite  Manayunk,  stiihite,  heulandite,  chabasite,  beryl,  feldspar,  mica. 

NORTHUMBERLAND  CO.— Opposite  Selixsgrove.— Calamine. 

NORTHAMPTON  CO. — Near  Eastox. — Zircon!  (exhausted),  nephrite,  coccolite,  tremolite, 
pyroxene,  sahlite,  limonite,  magnetite,  purple  calcite. 

PHILADELPHIA  CO.— Fraxkford.— On  the  Philadelphia,  Trenton  and  Connecting  Rail- 
road, basinite;  at  the  quarries  on  Fraukford  Creek,  siilbite,  molybdenite,  hornblende;  on  the  Con- 
necting Railroad,  wad,  earthy  cobalt. 

Fairmount  "Water  Works. — In  the  quarries  opposite  Fairmount,  lime  uranite  !  copper  uranite, 
crystals  oi  feldspar,  beryl,  pseud<>morphs  alter  beryl,  tourmaline,  albite,  wad,  menaccanite. 

GORGAS'  and  Crease's  Lane. — Tourmaline,  cyanite,  staurolite,  hornstone. 

Hestoxville. — Aiuuogen,  iron  alum. 

Heft's  Mill. — Alunogen,  tourmaline,  cyanite,  titanic  iron, 

Maxayuxk. — At  the  soapstone  quarrit-s  above  Manayunk,  talc,  steatite,  chlorite,  vermiculite, 
antlioplvyllite,  staurolite,  dolomite,  apatite,  asbestus,  brown  spar,  epsomite. 

Magarge's  Paper-mill. — Staurolite,  titanic  iron,  hyalite,  apatite,  green  mica,  iron  garnets  in 
great  abundance. 

McKixxey's  Quarry,  on  Rittenhouse  Lane. — Feldspar,  apatite,  stilbite,  natrolite,  heulandite,  epi- 
dote,  hornblende,  erubescite,  malachite. 

SCHUYLKILL  CO. — Tamaqua,  near  Pottsville,  in  coal  mines. — KaoUnite. 


DELAWARE. 

NEWCASTLE  CO. — Brandywixe  Sprixgs. — Bucholzite,  fibrolite  abundant,  satilite,  pyroxene  ; 
Brandywine  Hundred,  muscovite,  enclosing  reticulated  magnetite. 

Dixox's  Feldspar  Quarries,  six  miles  N.W.  of  Wilmington  (these  quarries  have  been  worked 
for  the  manufacture  of  porcelain). — Adidaria,  albite,  oligockcse,  beryl,  ajmtite,  cinnamon-stone! !  (both 
granular  like  that  from  Ceylon,  and  crystallized,  rare),  magnesite,  serpentine,  asbestus,  black  tour- 
maline!  (rare),  indicolite!  (rare),  sphene  in  pyroxene,  cyauite. 

Dupoxt's  Powder  Mills. — ••  Hypersthene," 

Eastburx's  Limestoxe  Quarries,  near  the  Pennsylvania  Yme.— Tremolite,  bronzite. 
Quarryville. — Garnet,  spodumene,  fibrolite,  sillimanite. 

Near  Newark,  on  the  railroad. — Sphajrosiderite  on  drusy  quartz,  jasper  (ferruginous  opal),  cryst 
spathic  iron  in  the  cavities  of  cellular  quartz. 

Way's  Quarry,  two  miles  south  of  Ceutreville. — Feldspar  in  fine  cleavage  masses,  apatite,  mica, 
deweylite,  granular  quartz. ' 

Wilmixgtox. — In  Christiana  quarries,  metalloidal  diallage. 

Kexxett  Turxpike,  near  Centreville. — Cyanite  and  garnet. 

HARFORD  CO.— Cerolite. 

KENT  CO. — Near  Middletown,  in  Wra.  Polk's  marl  pits.—  Vivianitel 
On  Chesapeake  and  Delaware  Canal. — Retinasphalt,  pyrite.  amber. 

SUSSEX  CO. — Near  Cape  Hexlopex. — Yivianite. 


MARYLAND. 

Baltimore  (Jones's  Falls,  If  miles  from  B.). — Chabazite  (haydenite),  heulandite  (beaumontite  of 
Levy),  pyrite,  lenticular  carbonate  ot  iron,  mica,  stilbite. 

Sixteen  miles  from  Baltimore,  on  the  Gunpowder. —  Graphite. 
Twenty-three  miles  from  B.,  on  the  Gunpowder. — Talc. 
Twenty-five  miles  from  B..  on  the  Gunpowder. — Magnetite,  sphene,  pycnite. 
Thirty  miles  from  B.,  m  Montgomery  Co.,  on  farm  of  S.  Eliot.— Gold  in  quartz. 
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Eight  to  twenty  miles  north  of  B.,  in  Hmestone. — Tremolite,  augite,  pyrite,  brown  and  yellow 
tourmaline. 

Fifteen  miles  north  of  B. — Slnj-Uue  chalcedony  in  granular  limestone. 
Eighteen  miles  north  of  B.,  at  Scott's  mills. — JIagitetite,  cyanite. 

Bare  Hills. —  Chrornite,  a.'ihc-stus,  trcmolitc,  talc,  hornblende,  serpentine,  chalcedony,  meerschaum, 
baltimorite,  chalcojnjrite,  magnetite. 

Cape  Sable,  near  Magoihy  R. — Amber,  pyrite.  alum  slate. 

Carroll  Co. — Near  Sykesvilk-,  Libt-i  iy  Klines,  gold,  mayuetite,  ^?/nfe  (octahedrons),  chalcopyrite, 
liuiiaiite  (carrollite) ;  at  Patap.^co  .Mine.'*,  near  Fniksburg,  l)oriiite,  malachite,  s\egeu\te,linnoeite,  rem- 
iiigtoiiite,  magnetite,  cltalcopijyitt ;  at  Mineral  Hill  muie,  bornite,  chalcopyrite,  ore  of  nickel  {see 
above),  gold,  magnetite. 

Cecil  Co.,  n^rth  part. —  Chroni.'ff  in  serpentine. 

COOPTOWX,  Harford  Co. — Olive-eolu; ed  tourmaline,  diallage,  talc  of  green,  blue,  and  rose  colors, 
ligniform  asbeatus,  cltromite^  serpthftnt. 

Deer  Creek. — Magnetite!  in  cidorite  slate. 

Frederick  Co. — Oid  Liberty  mine,  near  Liberty  Town,  black  copper,  malachite,  chalcocite,  spe- 
cular iron  ;  at  Dollyhyde  mine,  bornite,  chalcopyrite,  pyrite,  argentiferous  galenite  in  dolomite. 
Montgomery  Co. —  Oxijd  of  jnanganese. 

Somerset  and  Worcester  Cos.,  north  part. — Bog-iron  ore,  vivianite. 
St.  Mary's  River. —  Gypsum!  in  clay. 

VIRGINIA  AND  DISTRICT  OF  COLUMBIA. 

Albemarle  Co.,  a  little  west  of  the  Green  Mts. — Steatite,  graphite,  galena. 
Amherst  Co.,  along  the  west  base  of  Buffalo  ridge. —  Copper  ores,  etc. 

Augusta  Co. — At  Weyer's  (or  Weir's)  cave,  sixteen  miles  northeast  of  Staunton,  and  eightj'-one 
miles  northwest  of  Richmond,  calcite,  stalactites. 

Buckingham  Co. —  Gold  at  Garnett  and  Moseley  mines,  also  pyrite,  pyrrhotite,  calcite,  garnet; 
at  Eldridge  mine  (now  London  and  Virginia  mines)  near  by,  and  the  Buckingham  mines  near 
Maysville,  gold,  auriferous  pyrite,  chalcopj'rite,  tennantite,  barite ;  cyanite,  tourmaline,  actinolite. 

Chesterfield  Co. — Near  this  and  Richmond  Co.,  bituminous  coal,  native  coke. 

Culpepper  Co  ,  on  Rapidan  river. — Gold,  pyrite. 

Fraxklix  Co.— Grayish  steatite. 

Fauquier  Co.,  Barnet's  mills. — Asbestus ;  gold  mines,  barite,  calcite. 

Fluvaxxa  Co. — Gold  at  Stockton's  mine;  also  tetradymite  at  "Tellurium  mine." 

Phexix  Copper  mines.—  Chalcopyrite,  etc. 

Georgeto'nvx,  D.  C. — Rutile. 

GOOCHLAXD  Co, — Gold  mines  (Moss  and  Busby's). 

Harper's  Ferry,  on  both  sides  of  the  Potomac. — Thuringite  (owenite)  with  quartz. 
Jeffersox  Co.,  at  Shepherdstown.— Fluor. 

Kexawha  Co  — At  Kenawha,  jyetroleum,  brine  springs,  cannel  coal. 

LouDOX  Co. — Tabular  quartz,  prase,  p)yrite,  talc,  chlorite,  soapstone,  asbestus,  chromite,  actinolite, 
quartz  crystals ;  micaceous  iron,  bornite,  malachite,  epidote,  near  Leesburg  (Potomac  mine). 

Louisa  Co. — Walton  gold  mine,  gold,  pyrite,  chalcopyrite,  argentiferous  galenite,  siderite,  blende, 
anglesite  :  boulangerite,  blende  (at  Tinder's  mine). 

Nelsox  Co. — Galenite,  chalcopyrite.  malachite.  • 

Oraxge  Co. — Western  part.  Blue  Ridge,  specular  iron ;  gold  at  the  Orange  Grove  and  Vaucluse 
gold  mines,  worked  by  the  "Freehold''  and  "Liberty''  Mining  Companies. 
Rockbridge  Co.,  three  miles  southwest  of  Lexington. — Barite. 
Shexaxdoah  Co.,  near  Woodstock. — Fluorite. 
Mt.  Alto,  Blue  Ridge. — Argillaceous  iron  oi'e. 

Spotsylvania  Co.,  two  miles  northeast  of  Chancellorville. —  Cyanite;  gold  mines  at  the  junction 
of  the  Rappahannock  and  Rapidan ;  on  the  Rappahannock  (Marshall  mine) ;  Whitehall  mine, 
affording  also  tetradymite. 

Stafford  Co.,  eight  or  ten  miles  from  Falmouth. — Micaceous  iron,  gold,  tetradymite,  silver, 
galenite,  vivianite. 

Washixgtox  Co.,  eighteen  miles  from  Abingdon. — Rock  salt  with  gypsum. 
Wythe  Co.  (Austin's  mines). —  Cerussite,  minium,  plumbic  ochre,  blende,  calamine,  galenite. 
On  the  Potomac,  twenty -live  miles  north  of  Washington  city. — Native  sulphur  in  gray  compact 
limestone. 

NORTH  CAROLINA. 

Ashe  Co. — Malachite,  chalcopyrite. 
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Buncombe  Co. — Corundum  (from  a  boulder),  margarite,  corundophilite,  garnet,  chromite,  barite, 
fiuoritt,  rutile,  iron  ores,  oxyd  of  manganese,  zircon. 

Burke  Co. — Gold,  raonazite,  zircon,  beryl,  corundum,  garnet,  sphene,  graphite,  iron  ores. 

Cabarrus  Co. — I'henix  Mii]e,  gold,  barite,  chalcopyrite,  auriferous  pyrite,  quartz  pseudomorph 
after  barite,  tetradymite ;  Pioneer  mines,  gold,  limonite,  pyrolusite,  harnhardtite,  wolfram,  schtelite, 
tungstate  of  copper,  tungstite,  diamond,  clu-ysoc<>lla,  chalcocite,  molybdenite,  cJ lalcopij rite,  pyrite ; 
White  muie,  needle  ore,  chalcopyi'ite,  bariie;  Long  and  Muse's  mine,  argentiferous  galenite,  pyrile, 
chalcopyrite,  limonite;  Boger  mine,  tetradymite;  Fink  mine,  valuable  copper  ores;  Mt.  Makius, 
tetrahedrite,  magnetite,  talc,  blende,  pyrites,  proustite,  galenite;  Bangle  mine,  scheelite. 

Caldwell  Co. — Cin-omite. 

Chatham  Co. — Mineral  coal,  pyriie. 

Cherokee  Co. — Iron  ores,  gold,  galenite,  corundum,  rutile. 

Davidson  Co. — Kings,  now  Washington  mine,  native  silver,  cerussite,  anglesite,  scheelite,  pyro- 
morphite,  galenite,  blende,  malachite,  black  copper,  loavellite,  garnet,  stilbite;  five  miles  from 
"VVHshington  mine,  on  Faust's  larm,  gold,  tdradyinite,  oxyd  of  bismuth  and  tellurium,  chalcopyrite, 
limoniie,  spiithic  iron,  epidoie ;  near  Squire  Ward's,  gold  in  crystals,  electrum. 

Franklin  Co. — At  I'artis  mine,  diamonds. 

Gaston  Co. — Iron  ores,  corundum,  margarite;  near  Crowder's  Mountain  (in  what  was  formerly 
Lincoln  Co.),  lazulite,  cyanite,  garnet,  graphite;  also  twenty  miles  northeast,  near  south  end  of 
Clubb's  Mtn.,  lazulite,  cj'anite,  talc,  rntile,  topaz,  pyrophyllite. 

Guilford  Co. — McCulloch  copper  and  gold  mine,  twelve  miles  from  Greensboro',  gold,  pyrite, 
chalcopyrite  (worked  tor  copper),  quartz,  spathic  iron.  The  North  Carolina  Copper  Co.  are  working  the 
copper  ore  at  the  old  Fentress  mine  ;  at  Deep  River,  covn^acl  pyrophyllite  (worked  for  slate-pencils). 

Henderson  Co. — Zircon,  sphene  (xanthitane). 

Jackson  Co. — Alunogen?  at  Smoky  Mt. ;  at  Webster,  serpentine,  chromite,  genthite,  chrysolite, 
talc. 

Lincoln  Co. — Diamond;  at  Randleman's,  amethyst!  rose  quartz, 
Macon  Co. — Chromite. 

McDowell  Co. — Brookite,  monazite,  corundum  in  small  crystals  red  and  wliite,  zircons,  garnet, 
beryl,  sphene,  xenotime,  rutile,  elastic  sandstone,  iron  ores,  pyromelane. 

Mecklenburg  Co. — Near  Charlotte  (Rhea  and  Cathay  mines)  and  elsewhere,  chalcopyrite,  gold; 
chalcotrichite  at  McGmn's  mine;  harnhardtite  near  Charlotte;  pyrophyllite  in  Cotton  Stone  Moun- 
tain, diamond  ;  Flowe  mine,  scheelite,  wolframite  ;  Todd's  Branch,  monazite. 

Montgomery  Co. — Steele's  mine,  ripidolite,  albite. 

Moore  Co. — Carbonton,  compact  pyrophyllite. 

Rowan  Co. — Gold  Hill  mines,  thirty-eight  miles  northeast  of  Charlotte,  and  fourteen  from  Sahs- 
bury,  gold,  auriferous  pyrite;  ten  miles  from  Salisbury,  feldspar  in  crystals,  hismutliine. 

Rutherford  Co. —  Gold,  graphite,  bismuthic  gold,  diamond,  euclase,  pseudomorphous  quartz,  chal- 
cedony, corundum  in  small  crystals,  epidote,  pijrope,  brookite,  zircon,  monazite,  rutherfordite, 
samaiskite,  quartz  crystals,  itacolumite;  on  the  road  to  Cooper's  Gap,  cyanite. 

Stokes  and  Surrey  Cos. — Iron  ores,  graphite. 

Union  Co. — Lemmond  gold  mine,  eighteen  miles  from  Concord  (at  Stewart's  and  Moore's  mine), 
gold,  quartz,  blende,  argentiferous  galenite  (containing  29*4  oz.  of  gold  and  86"o  oz.  of  silver  to  the 
ton.  Genth),  pyrite,  some  chalcopyrite. 

Yancey  Co. — Iron  ores,  amianthus,  chromite. 

SOUTH  CAROLINA. 

Abbeville  Dist. — Oakland  Grove,  gold  (Dorn  mine),  galenite,  pyromorphite,  amethyst,  garnet. 
Anderson  Dist. — At  Pendleton,  actinolite,  galenite,  kaolin,  tourmaline. 
Charleston. — Selenite. 

Cheowee  Valley. — Galenite,  tourmaline,  gold. 

Chesterfield  Dist. — Gold  (Brewer's  mine),  talc,  chlorite,  pyrophyllite,  pyrite,  native  bismuth, 
carbonate  of  bismuth,  red  and  yellow  ochre,  whetstone,  enargite. 
Darlington. — Kaolin. 
Edgefield  Dist. — Psilomelane. 

Greenville  Dist. — Galenite,  phosphate  of  lead,  kaolin,  chalcedony  in  buhrstone,  beryl,  plum- 
bago, epidote,  tourmaline. 
Kershaw  Dist. — Butile. 

Lancaster  Dist. — Gold  (Hales  mine),  talc,  chlorite,  cyanite,  elastic  sandstone,  pyrite;  gold  also 
at  Blackman's  mine,  Massey's  mine,  Kzell's  mine. 
Newberry  Dist. — Leadhillite  (?). 
Pickens  Dist. — Gold,  manganese  ores,  kaolin. 
Richland  Dist. — Chiastolite,  novaculite. 
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Spartanburg  Dist. — Magnetite,  clialcedony,  hematite;  at  the  Cowpetis,  liraonite,  graphite,  lime- 
stone, copperas;  Morgan  mine,  leadhiilite,  pyromorphite,  cerussite. 
Sumter  Dist.— Ag;ue. 

Union  Dist. — Fairfbrest  gold  mines,  pyrite,  clialcopyrite. 
York  Dist. — Limestones,  whetstone?,  witherite,  barite. 

GEORGIA. 

Burke  and  Scrtven  Cos. — Hyalite. 

CiiEROKEE  Co. — At  Canton  Mine,  clialcopyrite,  galenite,  clausthalite,  plumbogumraite,  hitch- 
cockite,  misjiickel,  lantlianite,  harrisite,  cantonite,  pyromorphite.  automolite,  zinc,  staurolite,  cyanite; 
at  Ba  1-Ground,  spodumene. 

Clark  Co.,  near  Clarksville. — Gold,  xenotiine,  zircon,  rutile,  cyanite,  specular  iron,  garnet, 
quartz. 

Dade  Co. — Halloysite,  near  Rising  Fawn. 
Fannin  Co. — Staurolite^  clialcopyrite. 

Habersham  Co. —  Gold,  iron  and  copper  pyrites,  galenite,  hornblende,  garnet,  quartz,  kaolinite, 
soapstone,  chlorite,  rutile,  iron  ores,  tourmaline,  staurolite,  zircon. 
Hall  Co. —  Gold,  quartz,  kaolin,  diamond. 
Hancock  Co. — Agate,  chalcedony. 
Heard  Co. — Mohjhdite,  quartz. 

Lincoln  Co. — Lazulite!  !  rutile!  !  hematite,  cyanite,  menaccanite,  pyropliyllite,  gold,  itacolu- 
mite  rock. 

LuiiPKiN  Co. — At  Field's  gold  mine  near  Dahlonega,  gold,  tetradyi7iite,  pyrrhotite,  chlorite,  me- 
naccanite, allanite,  apatite. 

Rabun  Co. — Gold,  clialcopyrite. 

Washington  Co.,  near  Saundersviile. —  Wavellite,  fire  opal. 

ALABAMA. 

Bibb  Co.,  Centreville. — Iron  ores,  marble,  harite,  Coal,  cobalt. 

Tuscaloosa  Co. —  Coal,  galenite,  pyrite,  vivianite,  limonite,  calcite,  dolomite,  cyanite,  steatite, 
quartz  crystals,  manganese  ores. 

Benton  Co. — Antimomal  lead  ore  (boulangerite  ?). 

FLORIDA. 

Near  Tampa  Bay. — Limestone,  sulphur  springs,  chalcedony,  carnelian,  agate,  silicified  sheila 
and  corals. 

KENTUCKY. 

Anderson  Co.— Galenite,  barite. 
Clinton  Co. — Geodes  of  quartz. 
Crittenden  Co. — Galenite,  fluorite,  calcite. 

Cumberland  Co. — At  Mammoth  Cave,  gypsum  rosettes  !  calcite,  stalactites,  nitre,  epsomite 
Fayette  Co. — Six  miles  N.E.  of  Lexington,  galenite,  barite,  witherite,  blende. 
Livingstone  Co.,  near  the  line  of  Union  Co. — Galenite,  chalcopyrite. 
Mercer  Co. — At  McAfee,  fluorite,  piyrite,  calcite,  barite,  celestite. 
Owen  Co.— Galenite,  barite. 

TENNESSEE. 

Brown's  Creek. — Galenite,  blende,  barite,  celostite. 
Carter's  Co.,  foot  of  Roan  ^l.—Sahlite,  magnetite. 

Claiborne  Co. —  Calamine,  galenite,  smithsonite,  chlorite,  steatite,  magnetite. 

Cocke  Co.,  near  Brush  Creek. — Cacoxene?  kraurice,  iron  sinter,  stilpnosiderite,  brouTi  hematite. 

Davidson  ro. — Selenite,  with  granular  and  snowy  gypsum,  or  alabaster,  crystallized  and  com- 
^sict  anhydrite,  fluorite  m  cry st-a]s  2  calcite  in  crystals.  Near  Nashville,  blue  cefes^/fe  (crystallized, 
librous,  and  radiated),  with  barite  in  limestone.  Haysboro',  galenite,  blende,  with  barite  as  the 
gangue  of  the  ore. 

Dickson  Co. — Manganite. 
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Jefferson  Co. — Calamine,  galenite,  fetid  barite. 

Kxox  Co. — Maj>-iiesian  limetitODe,  native  iron,  variegated  marbles! 

M.\URY  Co. — Wavellite  in  liine.stone. 

Morgan  Co. — Epsom  salt,  nitrate  of  lime. 

Polk  Co.,  Duckiown  mines,  sout  heast  corner  of  State. — Black  copxier !  chalcopyrite,  pyrite, 
native  copper,  bornite,  rutile,  zoisite,  galenite,  harrisite,  alisoniie,  blende,  pijroxene,  tremoUtt,  suU 
2^hates  of  copper  and  iron  in  stalactites,  allophane,  rabtite,  clialcocite  (ducktowuite),  chalcotrichiie, 
a/.urite,  nialachiie,  pyrrhotite,  limonite. 

ROAX  Co..  eastern  declivity  of  Cumberland  Mts. — Wavellite  in  limestone, 

Sevier  Co.,  in  caverns. — Epsom  salt,  soda  alum,  saltpetre,  nitrate  of  lime,  treccia  viarhle. 

Smith  Co. — Fluorite. 

Smoky  Mt.,  on  declivity. — Hornblende,  garnet,  staurolite. 
White  Co. — Kiire. 

OHIO. 

Bainbridge  (Copperas  Mt.,  a  few  miles  east  of  B.). — Calcite,  barite,  pyrite,  copperas,  alum. 

Canfield. — Gyj)sum  ! 

Duck  Creek.  Monroe  Co, — Petroleum. 

Lake  Erie, — Strontian  Island,  celestite!  Put-in  Bay  Island,  celestite!  sulphur!  calcite, 
Liverpool. — Petroleum. 

Marietta. — Argillaceous  iron  ore;  iron  ore  abundant  also  in  Scioto  and  Lawrence  Cos. 
Ottawa  Co.— Gypsum. 
Poland. —  Gypsum  ! 

MICHIGAN". 

Brest  (Monroe  Co.). —  Calcite,  amethystine  quartz,  apatite,  celestite. 

Grand  Rapids. — Selenite,  fib.  and  granular  gypsum,  calcite,  dolomite,  anhydrite. 

Lake  Superior  Mining  Region. — The  four  principal  regions  are  Keweenaw  Point.  Isle  Royale, 
the  Ontonagon,  and  Portage  Lake.  The  mines  of  Keweenaw  Point  are  along  two  ranges  of  eleva- 
tion, one  known  as  the  Greenstone  Range,  and  the  other  as  the  Southern  or  Bohemian  Range 
(Whitney).  The  copper  occurs  in  the  trap  or  amygdaloid,  and  in  the  associated  couglomeiate. 
Native  copper!  native  silver!  chalcopyrite,  horn  silver,  gray  copper,  manganese  ores,  epidote, 
prehnite,  laumontite,  datolite,  heulandite,  orthoclase,  analcite,  chabazite,  compact  datolite,  chryso- 
colla.  mesotype  (Copper  Falls  mine),  leonhardite  (ib.),  analcite  (ib.),  apoi^liyllite  (at  Ciiff  mine;,  tvol- 
lastoaite  (ib.),  calc  spar!  quartz  {in  crystals  at  Minnesota  mine),  compact  datolite,  orthoclase  (Superior 
mine),  saponite,  black  oxyd  of  copper  (near  Copper  Harbor,  but  exhausted),  chrysocolia;  on  Cho- 
colate River,  galenite  and  sulphid  of  copper;  chalcopyrite  and  native  copper  at  Presq'  Isle;  at 
Albion  mine,  domeykite;  at  Prince  Vein,  barite,  calcite,  amethyst;  at  Michipicoten  ids.,  copper 
nickel,  stilbite,  analcite ;  at  Albany  and  Boston  mine.  Portage  Lake,  p)rehnite,  analcite,  orthoclase, 
cuprite;  at  Slieldon  location,  domeykite,  whitneyite,  alyodonite;  Isle  Royale  mine,  Portage  Lake, 
compact  datolite  ;  Quincy  mine,  calcite,  compact  datolite, 

Marquette. — Manganite.  galenite;  twelve  miles  west  at  Jackson  Mt.,  and  other  mines,  hematite, 
limonite,  gothitc!  magnetite,  jasper, 

MOXROE. — Aragonite.  apatite. 

Point  aux  Peaux  (Monroe  Co.). — Amethystine  quartz,  apatite,  celestite,  calcite. 
Saginaav  Bay. — At  Alabaster,  gypsum. 

Stony  Point  (Monroe  Co.). — Apatite,  amethystine  quartz,  celestite,  calcite. 

ILLD^OIS. 

Gallatin  Co.,  on  a  branch  of  Grand  Pierre  Creek,  sixteen  to  thirty  miles  from  Shawneetown, 
down  the  Ohio,  and  from  half  to  eight  miles  from  this  river. —  Violet  fluorite!  in  carboniferous  lime- 
stone, barite,  galenite,  blende,  brown  iron  ore. 

Hancock  Co. — At  Warsaw,  quartz  geodes !  containing  calcite !  chalcedony,  dolomite,  blende ! 
brown  spar,  pyrite,  aragonite,  gypsum,  bitumen, 

IEardin  Co. — Near  Rosiclare,  calcite,  galenite,  blende;  five  miles  back  from  Elizabetbtown,  bog 
iron  ;  one  mile  north  of  the  river,  between  Elizabetbtown  and  Rosiclare,  nitre. 

Jo  Davies  Co. — At  Galena,  galenite,  calcite,  pyrite,  blende;  at  Marsden's  diggings,  ^-aZeuife/ 
blende,  cerussite,  pyrite  !  in  stalactilic  forms. 

JOLIET. — Marble. 

QjiiscY.— Calcite!  pyrite. 

Scales  Uov^d.— Barite,  pyrite. 
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INDIANA. 

Limestone  Caverns  ;  Cory  don  Caves,  etc. — Epsom  salt. 

In  most  of  the  southwest  counties,  pyrite,  sulp)hate  of  iron,  and  feather  alum ;  on  Sugar  Creek, 
pyrite  and  sulphate  of  iron;  in  sandsione  of  Lloyd  Co.,  near  the  Ohio,  gypsum;  at  the  top  of  the 
blue  hinestone  formation,  hrown  spar,  calcite. 

MINNESOTA. 

North  Shore  of  L.  Superior  (range  of  hills  running  nearly  northeast  and  southwest,  extending 
from  Fond  du  Lac  Superieure  to  the  Kamanistiqueia  River  in  Upper  Canada). — Scolecite,  apophylUte, 
prehnite,  stilhite,  laumoiitite,  heulaadite,  harmotome,  thomsonite,  }?i<onYe,  barite,  tourmaline,  epidote, 
hornblende,  calcite,  quartz  crystals,  pyrite,  magnetite,  steatite,  blende,  black  oxyd  of  copper,  mala- 
chite, native  copper,  chalcopyrite,  amethystine  quartz,  ferruginous  quartz,  chalcedony,  carnelian, 
ayate,  drusy  quartz,  hyalite?  fibrous  quartz,  jasper,  prase  (in  the  debris  of  the  lake  shore),  dogtooth 
spar,  augite,  native  silver,  spoduraene?  arsenate  of  cobalt?  chlorite;  between  Pigeon  Point  and 
Fond  du  Lac,  near  Baptism  River,  saponite  (thalite)  in  amygdaloid. 

Kettle  River  Trap  Range.— Lpidote,  nail-head  calcite,  amethystine  quartz,  calcite,  undeter- 
mined zeolites,  saponite. 

Stillwater. — Blende. 

Falls  of  the  feT.  Croix. — Green  carbonate  of  copper,  native  copper,  epidote,  nail-head  spar. 
Rainy  Lake. — Actinolite,  tremolite,  fibrous  hornblende,  garnet,  pyrite,  magnetite,  steatite. 

WISCONSIN. 

Big  Bull  Falls  (near). — Bog  iron. 

Blue  Mounds. — Cerussite. 

Lac  du  Flambeau  R. — Garnet,  cyanite. 

Left  Hand  R.  (near  small  tributary). — Malachite,  chalcocite,  native  copper,  red  copper  ore, 
enriliy  malachite,  epidote,  chlorite?  quartz  crystals. 
Linden. —  Galtnite,  smithsonite,  Jiydrozincite. 

Mineral  Point  and  vicinity. — Copper  and  lead  ores,  chrysocolla,  azurite!  chalcopyrite,  malachite, 
galtnitt,  cerussite,  anglesite,  blende,  pyrite,  barite,  calcite,  marcasite,  smithsonite  I  (so-called  dry-bone). 
Montreal  River  Portage. — Galeuite  in  gneissoid  granite. 
Sank  Co. — Specular  iron  !  malachite,  chalcopyrite. 

Shullsbl'RG. —  Galenite!  blende,  pyrite;  at  Emett's  diggings,  galenite  and  pyrite. 

IOWA. 

Du  BuQUE  Lead  Mines,  and  elsewhere. —  Galenite!  calcite,  blende,  black  oxyd  of  manganese;  at 
Ewing's  and  Sherard's  diggings,  smithsonite,  calamine;  at  Des  Moines,  quartz  crystals,  selenite; 
Makoqueta  R.,  broion  iron  ore;  near  Durango,  galenite. 

Cedar  River,  a  branch  of  the  Des  Moines. — Stlenite  in  crystals,  in  the  bituminous  shale  of  the 
coal  measures ;  also  elsewhere  on  the  Des  Moines,  gypsum  abundant ;  argillaceous  iron  ore, 
spathic  iron ;  copperas  in  crystals  on  the  Des  Moines,  above  the  mouth  of  Saap  and  elsewhere, 
jyyrite,  blende. 

Fort  Dodge. —  Celestite. 

Makoqueta. — Hematite. 

New  Galena. — Octahedral  galenite,  anglesite. 

MISSOURI. 

Birmingham. — Limonite. 

Jefferson  Co.,  at  Valle's  diggings. —  Galenite,  cerussite,  anglesite,  calamine,  chalcopyrite,  mala- 
chite, azurite,  witherite. 

Mine  a  Burton. —  Galenite,  cerussite,  anglesite.  barite,  calcite. 

Deep  Diggings. — Carbonate  of  copper,  cerussite'm  crystals,  and  manganese  ore. 

Madison  Co. — Wolframite, 
i   Mine  la  Motte. —  Galtnite!  malachite,  earthy  cobalt  and  nickel,  bog  manganese,  sulphuret  of  iron 
and  nickel,  ctrussite,  caledonite,  plumbogummite,  wolframite,  siegenite,  smaltite. 

^T.  Francis  River. — Wolframite. 

Perry's  Diggings,  and  elsewhere. — Galenite,  etc. 

Forty  miles  west  of  the  Mississippi  and  ninety  south  of  St.  Louis,  the  iron  mountains,  specular 
iron,  limonite;  10  m.  east  of  Ironton,  wolframite,  tungstite. 
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Batesville. — In  bed  of  White  R.,  some  miles  above  Batesville,  gold. 
Green'  Co. — Near  Gainesville,  lignite. 

Hot  Springs  Co. — At  Hot  >pnngs,  thuringite;  Magnet  Cove,  hrookite!  scliorlomite,  elvBoIite, 
magnetite,  quartz,  green  coccolite,  garnet,  apaiite,  j^arowskite,  rutile,  ripidolite,  thomsonite  (ozarkite) 
IXDEPENUEN'CE  Co  — Lart'erav  Creek,  psilonielane. 

Lawrence  Co. — Hoppe,  Bath,  and  Koch  mines,  smithsonite,  dolomite,  galenite;  nitre. 
Marion  Co. — Wood's  mine,  smithsonite,  hydrozincite  (mariouite),    galenite;    Poke  bayou, 
hrauiiite  f 

Ouachita  Spres'GS. —  Quartz!  whetstones. 

Pulaski  Co. — Kellogg  mine,  lu  m.  north  of  Little  Rock,  tetrahedrite,  tennantite,  nacrite,  galenite. 
blende,  quartz. 


CALIFORNIA. 

The  principal  gold  mines  of  California  are  in  Tulare,  Fresno,  Mariposa,  Tuolumne,  Calaveras,  El 
Dorado,  Placer,  Nevada,  Yuba,  Sierra,  Butte,  Plumas,  Shasta,  Siiskiyou,  and  Del  Norte  counties, 
although  gold  is  found  in  almost  every  county  of  the  State.  The  gold  occurs  in  quartz,  associated 
with  sulpliids  of  iron,  copper,  zinc,  and  lead;  in  Calaveras  and  Tuolomne  counties,  at  the  Mellones, 
Stanislaus,  Golden  Rule,  and  Rawhide  mines,  associated  with  tellurids  of  gold  and  silver;  it  ia 
also  largely  obtained  from  placer  diggings,  and  further  it  is  found  in  beach  washings  in  Del  Norte 
and  Klamath  counties. 

The  copper  mines  are  principally  at  or  near  Copperopolis,  in  Calaveras  county ;  near  Genesee 
Valley,  in  Plumas  county;  near  Low  Divide,  in  Del  JNorte  county;  on  the  north  fork  of  Smith's 
River;  atr  ^oledad,  in  Los  Angeles  count}'. 

The  mercury  mines  are  at  or  near  New  Almaden  and  North  Almaden,  in  Santa  Clara  county ;  at 
New  Idna  and  San  Carlos,  Monterey  county ;  in  San  Luis  Obispo  county;  at  Pioneer  mine  and 
other  localities  in  Lake  county;  in  Santa  Barbara  county. 

Alpine  Co. — Morning  Star  mine,  enargite^  siephanite,  polybasite,  barite,  quartz,  pyrite. 

Amador  Co. — At  Volcano,  chalcedony,  hyalite. 

Alameda  Co. — Diabolo  Range,  magnesite. 

Butte  Co. — Cherokee  Flat,  diamond. 

Calaveras  Co.  — Copperopolis,  chalcopyrite,  malachite,  azurite,  serpentine,  picroUte,  native  copper, 
near  Murphy's,  jasper,  opal;  albite,  witli  gold  and  pyrite;  Mellones  mine,  calaverite,  petzite. 
Contra-Casta  Co. — San  Antonio,  chalcedony. 

Del  Norte  Co. — Crescent  City,  agate,  carnelian;  Low  Divide,  chalcopyrite,  bornite,  malachite; 
on  the  coast,  iridosmiue,  platinum. 

El  Dorado  Co. — Pilot  Hill,  chalcopyrite;  -  near  Georgetown,  hessite,  from  placer  diggings; 
Roger's  L'laim,  Hope  Valley,  grossular  garnet,  in  copper  ore;  Coloma,  chromite ;  Spanish  Dry  Dig- 
gings, gold. 

Fresno  Co.—  Chowchillas,  andalusite. 

Ingo  Co. — lugo  district,  galenite,  cerussite,  dolomite,  barite.  atacamite,  calcite,  grossular  garvA^t! 

Lake  Co. — Borax  Lake,  borax!  boric  acid,  glauberiie ;  Pioneer  mine,  cinnabar,  native  mercury, 
■selenid  of  mercury;  near  the  Geysers,  sulphur,  hyalite. 

Los  Angeles  Co — Near  Santa  Anna  River,  anhydrite;  William's  Pass,  chalcedony;  Soledad 
mines,  chalcopyrite,  garnet,  gypsum  ;  Mountain  Meadows,  garnet,  in  copper  ore. 

Mariposa  Co. — Chalcopyrite;  Ceiitreville.  cinnabar;  Pine  Tree  mine,  tetrahedrite;  Burns  Creek, 
limoniie;  Geyer  Gulch,  pyrophyllite ;  La  Victoria  mine,  azurite !  near  CoulterviUe,  cinnabar,  gold. 

Mono  Co. — Pariziie. 

Monterey  Co. — Alisal  Mine,  arsenic;  near  Paneches,  chalcedony;  New  Idria  mine,  cinnabar; 
Dear  New  Idria,  chromite,  zaratite,  chrome  garnet;  near  Pachecos  Pass,  stibniie. 

Nevada  Co.  -  Grass  Valley,  gold!  in  quartz  veins,  with  pyrite,  chalcopyrite,  blende,  mispickel, 
galenite,  quartz,  bioiite;  near  Truckee  Pass,  gypsum;  Excelsior  Mine,  molybdenite,  with  molybdite 
and  gold;  Sweet  Land,  pyrolusite. 

Placer  ('o.  — Miners'  Ravine,  epidote  !  with  quartz,  gold. 

Plumas  Co.— Genesee  Valley,  chalcopyrite;  Hope  mines,  bornite,  sulphur. 

Santa  Barbara  Co.— San  Amedio  Caiion,  stibnite,  asphaltum,  bitumen,  maltha,  petroleum,  cin- 
nabar, iodid  of  mercury  ;  Santa  Clara  River,  sulphur. 

San  Diego  Co.— Carisso  Creek,  gypsum  ;  San  Isabel,  tourmaline,  orthoclase,  garnet. 
San  Francisco  Co. — Red  Island,  pyrolusite  and  manganese  ores. 

Santa  Clara  Co.-  -New  Almaden.  cinnabar,  calcite^  aragonite,  serpentine,  chrysolite,  quartz ; 
North  Almaden,  chromite;  Mt.  Diabolo  Range,  magnesite. 


AMERICxVN  LOCALITIES. 


S>N  Luis  Obispo  Co.— Asplialtum,  cinnabar. 

Sax  Berxahdixo  Co.— Colorado  River,  agale,  trona;  Temescal,  cassiterite;  Russ  District,  gale- 
nite,  cerussite;  Francis  mine,  cerargyrite. 

IShasta  Co.— Near  bhasta  City,  liematite,  in  large  masses. 
Siskiyou  Co. — Surprise  Valley,  seleiiite,  in  large  slabs. 
Soxo-MA  Co. — Actiiiolite,  garnets. 
Tulare  Co. — Near  Yisalia,  magiiesite,  asphaltum. 

Tuolumne  Co. — 'iourmaiin.?,  tremo'ite;  Souora,  graphite;  York  Tent,  chromite;  Golden  Rale 
m\ne,  pttzite,  calaverite^  altaite,  hessite,  magnesite,  tetrahedrite,  gold;  Whiskey  Hill,  gold  I 
Trinity  Co. — Cas.siterite,  a  single  specimen  found. 

LOWER  CALIFORNIA. 
La  Paz. — Cuproscheelite.    Loretto. — Natrolite,  siderite,  selenite. 

NEVADA. 

Carson  Valley.— Chrysolite. 

Churchill  Co. — Near  Ragtown,  gmj-liissite,  trona,  common  salt. 

COMSTOCK  Lode.— Gold,  native  silver,  argentite,  stephanite,  polyhasife,  pyrargyrite,  proustite.  te- 
trahedrite, cerargyrite,  pyrite,  chalcopyrite,  galenite,  blende,  pyromorphite,  arsenical  antimony, 
arsenolite,  quartz,  calcite,  gypsum,  cerussite,  cuprite,  wulfenite,  amethyst,  kiistelite. 

Esmeralda  Co. — Alum,  12  m.  north  of  Silver  Creek;  at  Aurora,  fluorite,  stibnite ;  near  Mono 
Lake,  native  copper  and  cuprite,  obsidian;  Columbus  district,  borate  of  lime;  Walker  Lake,  gyp- 
sum, hematite ;  bilver  Peak,  salt,  saltpetre,  sulpliur,  silver  ores. 

Humboldt  District. — Sheba  mine,  native  silver,  jamesonite,  stibnite,  tetrahedrite,  proustite, 
blende,  cerussite,  calcite,  bournonite,  pyrite,  galenite,  malachite,  xanthocone  (?). 

Mammoth  District. —  Orthoclase,  turquois,  hubnerite,  scheelite. 

Reese  River  District. — Native  silver,  xjroustite,  pyrargyrite,  stephanite,  blende,  polybasite, 
rhodochrosite,  embolite,  tetrahedrite!  cerargyrite,  embolite. 
Sax  Antonia. — Belmont  mine,  stetefeldtite. 
Six  Mile  Caxox — Selenite. 
Ormsby  Co. — W.  of  Carson,  epidote. 
Storey  Co. — Alum,  natrolite,  scolezite. 

ARIZONA. 

On  and  near  the  Colorado,  gold,  silver,  and  copper  mines ;  at  Bill  Williams's  Fork,  chrysocolla, 
malachite,  atacamite,  brochantite ;  Dayton  Lode,  gold,  fluorite,  cerargyrite ;  Skinner  Lode,  octahe- 
dral fluorite;  at  various  places  in  the  southern  part  of  the  territory,  silver  and  copper  mines; 
Heiutzelmann  mine,  stromeyerite,  chalcocite,  tetrahedrite,  atacamite. 


OREGON. 

Gold  is  obtained  from  beach  washings  on  the  southern  coast ;  quartz  mines  and  placer  mines  in 
the  Josephine  district ;  also  on  the  Powder,  Burnt,  and  John  Day's  rivers,  and  other  places  in 
eastern  Oregon ;  platinum,  iridosmine,  on  the  Rogue  River,  at  Port  Orford,  and  Cape  Bianco. 


IDAHO. 

In  the  Owyhee,  Boise,  and  Flint  districts,  gold.  s\so  extensive  silver  mines;  Poorman  Lode,  cerar- 
gyrite!  proustite,  i^y^'O-rgyrite !  native  silver,  gold,  pyromorphitCi  quartz,  malachite;  polybasite;  ou 
Jordan  Creek,  stream  tin;  Rising  Star  mine,  stephanite,  argentite,  pyrargyrite. 

COLORADO. 

The  principal  gold  mines  of  Colorado  are  in  Boulder,  Gilpin,  Clear  Creek,  and  Jefferson  Cos,  oii 
a  line  of  country  a  few  miles  W.  of  Denver,  extending  from  Long's  Peak  to  Pike's  Peak.    A  large 
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portion  of  the  prold  is  associated  with  veins  of  pyrite  and  chalcopyrite ;  silver  and  lead  mines  are  at 
and  neiir  Georgetown,  Clear  Creek  Co.,  and  to  the  westward  in  Summit  Co.,  on  Snake  and  Swan 
rivers;  Willis  Gulch,  near  Black  Hawk,  enargite  with  pyrite,  fluorite,  scorodite? 


CANADA. 
CAN^ADA  EAST. 

Aberceombie. — Labradorite. 

Bay  St.  Paul. — Menaccanite !  apatite,  allanite,  rutile  (or  brookite  ?). 
AuBERT — Gold,  iridosmine,  platinum. 

Bolton. —  Chromite,  magnesite,  serpentine,  picrolite,  steatite,  bitter  spar,  wad. 
BoucnERViLLE. — Augite  in  trap. 

Brome. — Magnetite,  clialcopjTite,  spJiene,  menaccanite,  phyUite,  sodalite,  cancrinite,  galenite, 
chloritoid 

Chamblt. — Analcirae,  chabazite  and  calcite  iu  trachyte,  menaccanite. 
Chateau  Richer. — LabradorUe,  hyptrdhene,  andesite. 
Daillebout  — Blue  spinel  with  cHutonite. 

Grenville — Tabular  sjxtr,  sphene,  idocrase,  calcite,  pyroxene,  steatite  (rensselaerite),  ^aruei 
(cinnamon-stone),  zircon,  grapfide,  scapoUte. 

Ham.-- Chromite  in  serpentine,  diallage,  antimony !  senarmontite !  kermesiie,  valentinite,  slibnite. 

Inverness  —  Vnriegated  copper. 

Lake  St.  Francis. — Andalusite  in  mica  slate. 

Lanlsdowne.  — Barite. 

Leeds.— Dolomite,  chalcopyrite,  gold,  chloritoid. 

]Mille  Isles — Labradorite!  menaccanite,  hypersthene,  andesite,  zircon. 
Montreal.  —  Calcite,  augite,  sphene  in  trap,  chrysolite,  natrolite. 

ORiN. — Sphene,  apatite,  labradorite. 
Orford. —  v\  hite  garnet,  chrome  garnet,  milUrite,  serpentine. 

O'lTAWA. — Pyroxene.  \ 
POLTON.— Chromite,  steatite,  serpentine,  amianthus. 
Rougemont  Mts.— Augite  in  trap. 

Sherbrooke. — At  Suffield  mine,  albite  !  native  silver,  argentite,  chalcopyrite,  blende. 
St.  Armand. — Micaceous  iron  ore  with  quartz,  epidote. 

St.  Francois  Beauce. — Gold,  platinum,  iridosmine,  ilmenite,  magnetite,  serpentine,  chromite, 
soapstone,  barite. 

St.  Jerome. — Sjjhene,  apatite,  chondrodiie,  phlogopite,  tourmaline,  ZiVcow,  molybdenite,  magnetic 
pyrites. 

St.  Norbert  — Amethyst  in  greenstone. 
Stukelet. — Serpentine,  verd-antique  !  schillcr  spar. 

Sutton. — Magnetite  iu  fine  crystals,  specular  iron,  ruiile,  dolomite,  magnesite,  chromiferous  talc, 
bitter  spar,  steatite. 

L'PTON. — Chalcopyrite,  malachite,  calcite. 
Ya  udreuil. — Limonite,  vivianite. 
Yamaska. — Sphene  in  trap. 

CANADA  WEST. 

Balsam  Lake. — Molybdenite,  scapolite,  quartz,  pyroxene,  pyrite. 
Brantford. — Sulphuric  acid  spring  (4*2  parts  of  pure  sulphuric  acid  in  1000). 
Bathurst. — Barite,  Hack  tourmaline,  perihite  (orthoclase),  peristerite  (albite),  hytovmite,  pyroxene, 
wilsonite. 

Beome. — Magnetite. 

Bruce  Mines. —  Calcite,  dolomite,  quartz,  chalcopyrite. 

Bltigess. — Pyroxene,  albite,  mica,  sapphire,  sphene,  chalcopyrite,  apatite,  black  spinel!  spodu 
aieno  (in  a  boulder),  serpentine. 
Bytown. —  Calcite,  bytovmite,  chondrodite,  spinel. 
Cape  Ipperwash,  Lake  Huron — Oxalite  in  shales. 
Clarendon. — Idocra.se. 
D A LHOusi E. — Hornblende,  dolomite. 
Drummond. — Labradorite. 

Elmsley. — Pyroxene,  sphene.  feldspar,  tourmaline,  apatite. 
Fitzroy. — Amber,  brown  towrmaline,  in  quartz. 
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GtETiXEAU  River,  Blasdell's  Mills.— Calcite  apatite,  tourmaline,  hornblende,  pj-roxene. 
Graxd  Calumet  Islaxd. — Apatite,  phlo'^iopHe!  pyroxene!  spliene,  idocraae ! !  sei'peniiue,  trerao 
lite,  scopolite,  brown  and  black  tourmaline!  pyrite,  loganite. 
HiGn  Falls  of  the  Madawaska.  -  Pyroxene!  hornblende. 
Hull. — Magnetite^  garnet,  graphite. 

HuxTERSTOWX. — Scapolite,  sphene,  idocrase,  garnet,  brown  tourmaline! 
HuxTixGDOX. —  Calcite  ! 
IxxiSKiLLEX. — Petroleum. 
KiXGSTOX. —  Cele-stite. 

Lac  des  Chats.  Island  Portage. — Brovm  tourmaliiie  !  pj'rite,  calcite,  quartz. 
Lanark. — Raphilite  (hornblende),  serpentine,  asbestus. 
Laxdsdowx — Barite!  vein  27  in.  wide,  and  line  crystals. 
Madoc. — Magnetite. 

Marmora.  — Magnetite,  chalcolite,  garnet,  epsomite,  specular  iron. 
Maimaxse.  —Fitchhknde  (coracite). 
McXab. — Specular  iron,  barite. 

Michipicotex  Islaxd.  Lake  Superior. — JDomeykite,  niccolite,  genthite. 
Xewborougil — Clioudrodite.  graphite. 
South  Crosby. — Cliondrodite  in  limestone,  magnetite. 
-St.  Adele. — Chondrodite  m  limestone. 
bT.  Igxace  Islaxd. —  Calcite,  native  copper. 
Sydexham. — Celestite. 

Terrace  Cove,  Lake  Superior. — Molybdenite. 

Wallace  Mine,  Lake  Huron. — Specular  iron,  nickel  ore,  nickel  vitriol. 


NEW  BRUXSWICK.* 

Albert  Co. — Hopewell,  gypsum ;  Albert  mines,  coal  (albertite) ;  Shepody  Mountain,  alunite  in 
clay,  calcite.  iron  pyrites,  manyanite,  psilomelane.  pyrolusite. 

Carletox  Cu. — Woodstork,  clialeopyrite.  hematite,  limonite,  wad. 

Charlotte  Co. — Campobello,  at  Welchpool,  blende,  chalcopyrite,  bornite,  galenite.  pyrite  ;  at 
head  of  Harbor  de  Lute,  galenite;  Deer  Island,  on  west  side,  calcite,  magnetite,  quartz  crystals; 
Digdignash  River,  on  west  side  of  entrance,  calcite!  (in  conglomerate),  chalcedony;  at  Rolling  Dam, 
graphite;  Grandmanan.  between  Northern  Head  and  Dark  Harbor,  agate,  amethyst,  apophyllite, 
calcite,  hematite,  heulandite,  jasper,  magnetite,  natrolite,  stilbite ;  at  Whale  Cove,  calcite!  heuland- 
ite.  laumontite,  stilbite,  semi-opcd!  Wagaguadavic  River,  at  entrance,  azuriie,  chalcopyrite  in  veins, 
malachite. 

Gloucester  Co  — Tete-a-Gouche  River,  eight  miles  from  Bathurst,  chalcopyrite  (mined),  oxyd  of 
manganese  ! !  formerly  mined. 

KixGS  Co. — Sussex,  near  Cloat's  mills,  on  road  to  Belleisle,  argentiferous  galenite;  one  mile  north 
of  Baxter's  Inn,  specular  iron  in  crystals,  limonite;  on  Capt.  McCready's  t'arin,  selenite!  ! 

Restigou'JHE  Co. — Belledune  Point,  calcite!  serpentine,  verd-aidi<pA>: :  Dalhousie.  agate,  canieh'an. 

Saixt  Joiix  Co. — Black  Rivt-r,  on  coast,  calcite,  chlorite,  chalcopyrite.  ht/uafifr!  Bi-andy  Biook, 
epidote,  Iturithlende.  quartz  crystals;  Carleton,  near  Falls,  calcite;  Cliauee  Harbor,  caJdAx  in  quartz 
veins,  chlorite  in  argillaceous  and  talcose  slate ;  Little  Dipper  Harbor.  <ni  west  side,  in  greenstone, 
ametliy.st,  barite,  quariz  crystals;  ^loosepath,  feldspar,  hornblende,  muscovite,  black  tourmaline; 
Musquash,  on  t^ast  side  harbor,  copperas,  graphite,  pyrite;  at  Shannon's,  clirA'soiite,  serpentine; 
east  side  of  Musquash,  quartz  crystals!;  Portland,  at  the  Falls,  graphite;  at  Fort  Howe  IliU, 
calcite,  graphite;  Crow's  Nest,  asbestus,  chrysolite,  magnetite,  strp'::nfiae,  steatite;  Lily  L;ike, 
wiiite  augite?  chrysolite,  graphite,  serpentine,  steatite,  talc;  How's  Road,  two  miles  out.  epidote 
(in  syenite),  steatite  in  limestone,  trernolite;  Drury's  Cove,  graphite,  pyrite,  pyrallolite?  indurated 
laic;  Quaco,  at,  Liglithouse  Point,  large  bed  oxyd  of  manganese;  Sheldon's  Point,  aetinolite, 
asbestus,  calcite,  epidote,  rnalachite,  specular  iron;  Cape  Spencer,  asbestus.  calcite.  chlorite,  specular 
iron  (in  crystals);  Westbeach,  at  east  end,  on  Evans'  farm,  chlorite,  talc,  quartz  cry--fals ;  half  a 
mile  west,  chlorite,  chalcpyrite,  magiesite  (vein),  magnetite;  Point  Wolf  and  Salmon  River, 
asbestus,  clilorite,  chrysocolla,  chalcopyrite,  bornite,  pyrite. 

ViCTORLA  Co. — Tabiqiie  River,  agate,  carnelian.  jasper;  at  mouth,  south  side,  galenite  ;  at  mouth 
of  Wapskanegan,  gypsum,  salt  spring ;  three  miles  above,  stalactites  (abundant) ;  Qaisabis  River, 
blue  pliosphate  of  iron,  in  clay. 


*  For  a  more  complete  hst  of  localities  in  New  Brunswick.  Nova  Scotia,  and  Newfoundland,  see 
catalogue  by  0.  C.  Marsh,  Am.  J.  Sci.,  II,  xxxv.  210,  1863. ' 
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Westmoreland  Co. — Bellevue,  pyrite ;  Doroester,  on  Taylor's  farm,  cannel  coal ;  clay  iron, 
stone;  on  Ayres's  larm,  asphaltuni,  petroleum  spring;  Grandlance,  apatite,  selenite  (in  large  crys- 
taJ.<);  Memran)COok,  coal  (albertite);  Sliediac,  lour  miles  up  Scadone  River,  coal. 

York  Co. — Near  Frederictou,  stionite,  jamesouite,  berthierite ;  Pokiock  River,  stibnite,  tin 
pyritt  ?  in  granite  (rare). 


NOYA  SCOTIA. 

Annapolis  Co. — Chute's  Cove,  apo2}hyUite,  natrolite;  Gates's  Mountain,  analcite,  magnetite, 
mesolite !  natrolite,  stilbite;  Martial's  Cove,  analcite!  chabazite,  heulanclitc;  Moose  River,  beds  of 
magTietite;  Nictau  River,  at  the  Fal  s,  bed  of  hematite;  Paradise  River,  black  tourmaline,  smoky 
quartz!  ! ;  Port  George,  fai-oelite,  laumontite,  mesolite,  stilbite;  east  of  Port  George,  on  coast,  apo- 
piiyllite  containing  gyrolite  ;  Peter's  Point,  west  side  of  Stonock's  Brook,  apoplujllite !  calciie,  heu- 
landite,  laumontite!  (abundant),  native  copper,  stilbite;  iSt.  Croix  Cove,  chabazite,  heulandite. 

Colchester  Co. — Five  Islands,  Easi  River,  harite!  calcite,  dolomite  (ankerite),  hematite,  chalco- 
pyrite;  Indian  Point,  malachite,  magnetite,  red  copper,  tetrahedrite;  Pinnacle  Islands,  analcite^ 
calcite,  chabazite!  natrolite,  siliceous  sinter;  Londonderry,  on  branch  of  Great  Yillage  River,  barite, 
ankerite,  hematite,  limonite,  magnetite;  Cook's  Brook,  ankerite,  hematite;  Mai  tin's  Brook,  hema- 
tite, limonite ;  at  Folly  River,  below  Fiills,  ankerite,  pyrite  ;  on  high  land,  east  of  river,  ankerite, 
hematite,  limonite;  on  Arcliibald's  land,  ankerite,  barite,  hematite;  Sakuon  River,  south  branch  of, 
cha'copyrite,  hematite;  Shubenacadie  River,  anhydrite,  calcite,  barite,  hematite,  oxyd  of  manga- 
nese; at  the  Canal,  pynte  ;  Stewiacke  River,  barite  (in  limestone). 

Cu>ii5ERLAnd  Co.  —  Cape  Chiegnecto,  barite;  Cape  D'Or,  analcite,  apopJiyUite !  !  chabazite, 
faroelite,  laumontite,  mesolite,  malachite,  natrolite,  native  copper,  obsidian,  red  copper  (rare),  vivian- 
ite  (rare);  Horse-shoe  Cove,  east  side  of  Cape  D'Or,  analcite,  calcite,  stilbite;  isle  Haute,  south 
side,  analcite,  apophyllite !  !  calcite.  heulandite!  !  natrolite,  mesolite,  stilbite!  Joggins,  coal,  hema- 
tite, limonite;  malachite  and  tetrahedrite  at  Seaman's  Brook;  Partridge  Island,  analcite,  apophyl- 
lite!  (rare),  ametltyst!  agate,  apatite  (rare),  calcite!  !  chabazite  (acadiolite)  chalcedony,  cat's-e^e 
(rare),  gypsum,  hematite,  lieulandite!  magnetite,  stilbite!  ! ;  Swan's  Creek,  west  side,  near  the  Toint, 
ca  cite,  gypsum,  heulandite,  pyrite;  east  side,  at  Wasson's  Bluff  and  vicinity,  analcite!  !  apopliyl- 
///.;.'  (rare),  calcite,  chabazite!  !  (acadiolite),  gypsum,  heulandite!  !  natrolite!  siliceous  sinter;  Two 
Islands,  moss  agate,  analcite,  calcite,  chabazite,  heulandite;  McKay's  Head,  analcite,  calcite, 
l.L'ulandite,  siliceous  sinter! 

DiGBY  Co. — Brier  Island,  native  copper,  in  trap ;  Digby  Neck,  Sandy  Cove  and  vicinity,  agate, 
amdhysf,  calcite,  chabazite,  hematite !  laumontite  (abundant),  magnetite,  stilbite,  quaitz  crystals ; 
Gulliver's  Hole,  magnetite,  stilbite!;  Mink  Cove,  amethyst,  chabazite!  quartz  crystals;  Nichol's 
IMouiitain,  south  side,  amethyst,  magnetite  ! ;  William's  Brook,  near  source,  cAa&az/^e  (green),  heu- 
landite. stilbite,  quartz  crystals. 

GuTSBORo"  Co. — Cape  Canseau,  andalv^site.  - 

Halifax  Co. — Gay's  river,  galenite  in  limestone ;  southwest  of  Halifax,  garnet,  staurolite,  tour- 
maline ;  Tangier,  gold !  in  quartz  veins  in  clay  slate,  associated  with  auriferous  pyrites,  galenite, 
hematite,  mispickel,  and  magnetite :  gold  has  also  been  found  in  the  same  formation,  at  Country 
Harbor,  Fort  Clarence,  Isaac's  Harbor,  Indian  Harbor,  Laidlow's  farm,  Lawencetown,  Sherbrooke, 
Salmon  River,  Wine  Cove,  and  other  places. 

Hants  Co. — Cheverie,  oxyd  of  manganese  (in  lime.stone) ;  Petite  River,  gypsum,  oxyd  of  man- 
ganese ;  AVindsor,  calcite,  cryptomorphite  (boronatrocalcite),  howlite,  glauber  salt.  The  last 
three  minerals  are  found  in  beds  of  gypsum. 

Kjngs  Co. — Black  Rock,  centraUassite.  cerinite,  cyanolite  ;  a  few  miles  east  of  Black  Rock, 
prehnite  ?  stilbite ! ;  Cape  Blomidon,  on  the  coast  between  the  cape  and  Cape  Split,  the  follo^\ing 
minerals  occur  in  many  places  (some  of  the  best  localities  are  nearly  opposite  Cape  Sharp) :  anal- 
cite!  !  agate,  amethyst!  apophyilite!  calcite,  chalcedony,  chabazite,  gmelinite  (ledererite),  hema- 
tite, heulandite!  laumontite,  magnetite,  malachite,  meso/^te,  native  copper  (rare),  natrolite!  psilome- 
lane,  dilbite !  thomsonite,  faroehte,  quartz ;  North  Mountains,  amethyst,  bloodstone  (rare),  ferru- 
ginous quartz,  raesoHte  (in  soil) ;  Long  Point,  five  miles  west  of  Black  Rock,  heulandite,  laumontite!  ! 
stilbite!  !;  Morden.  np)ophyllHe,  mordenite;  Scot's  Bay.  agate,  amethyst,  chalcedony,  mesolite,  natro- 
lite :  Woodwortli's  Cove,  a  few  miles  west  of  Scot's  Bay,  agate !  chalcedony  !  jasper. 

Lunenburg  Co  — Chester,  Gold  River,  gold  in  quartz,  pyrite,  mispickel;  Cape  la  Have,  pyrite  ; 
The  "  Ovens,"  gold,  pyrite,  mispickel!  Petite  River,  gold  in  slate. 

Pictou  Co  — Pictou,  jet.  oxyd  of  manganese,  limonite  ;  at  Roder's  Hill,  six  miles  west  of  Pictou, 
barite  ;  on  Carribou  River,  gray  copper  and  malachite  in  lignite  ;  at  Albion  mines,  coaL  hmonite  ; 
East  River,  hmonite. 

Queens  Co. — Westfield,  gold  in  quartz,  pyrite,  mispickel ;  Five  Rivers,  near  Big  Fall,  gold  ic 
quartz,  pyrite,  mispickoL  limonite. 
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RiciiMOXD  Co. — TTest  of  Plaister  Cove,  barite  and  calcite  in  sandstone  ;  nearer  the  Cove,  calcite, 
fluonte  (blue),  siderite. 

Shelburne  Co. — Shelbarne.  near  mouth  of  harbor,  garnets  (in  gneiss);  near  the  town,  rose 
quartz ;  at  Jordan  and  Sable  River,  staurolitt  (abundant),  schiller  spar. 

Sydney  Co. — Hills  east  of  Lochaber  Lake,  pjrite,  chalcopyrite,  siderite,  hematite ;  Morristown, 
epidote  in  trap,  gypsum. 

Yarmouth  Co. — Cream  Pot,  above  Cranberry  Hill,  gold  in  quartz,  pyrite ;  Cat  Rock,  Fouchu 
Point,  asbestus,  calcite. 


Axtoxy's  Islaxd. — Pyrite, 

Catalixa  Harbor. — On  the  shore,  pyrite  ! 

Chalky  Hill. — Feldspar. 

Copper  Island,  one  of  the  "Wadham  group. —  Chalcopyrite. 

CoNCEPTiox  Bay. — On  the  shore  south  of  Brigus,  bornite  and  gray  copper  in  trap. 
B.A.Y  OF  Islands. — Southern  shore,  pyrite  in  slate. 
Lawx. —  Galemte^  cerargyriie,  provMite,  argerdite. 

Placex'tia  Bay. — At  La  Manche,  two  miles  eastward  of  Little  Southern  Harbor,  galeniie! ;  on 
the  opposite  side  of  the  isthmus  from  Placentia  Bay,  barite,  in  a  large  vein,  occasionally  accom- 
panied by  chalcopyrite. 

Shoal  Bay. — South  of  St.  John's,  chalcopyrite. 

Trixity  Bay. — Western  extremity,  barite. 

Harbor  Great  St.  Lawkexce. — West  side,  fluorite,  galenite. 


FOREIGN  LOCALITIES. 

With  reference  to  foreign  localities,  consult  for 

Europe  generally,  Leonhard's  Topogr.  Min. 

Great  Britain,  Greg&  Lettsom's  Min. ;  Brooke  &  Miller's  Min, 

Fraxce,  Dufrenoy's  Min. ;  Descloizeaux's  Min. 

Switzerlaxd,  Kenngott's  Min.  der  Schweiz. 

Germaxy,  Hausmann's  Min. ;  Quenstedt's  Min. 

Austria,  Zepharovich's  Min.  Lex. 

Sweden,  Hisinger's  Min.  Schwed. 

Fixlaxd,  a.  E.  Nordeuskiold's  FinL  Min. 

Russia,  Kokscharof 's  Min.  Russl. 
For  the  full  titles  of  the  works  here  referred  to,  see  pp.  xxxir-ilv. 
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This  supplement  contains  descriptions  of  some  species  imperfectly  known,  and  notices  of  new 
or  described  species  which  came  to  hand  too  late  to  be  inserted  in  the  preceding  part  of  this 
work.    The  numbers  affixed  to  the  species  inrhcate  their  places  in  the  system. 

^SCHYXiTE  (480,  p.  522).  Mean  of  four  closely  agreeing  analyses  by  Marignac  (Bib.  Univ 
(xeneve,  Aug.  25,  1867,  p.  286): 


Gr.  =  5-23.  The  amount  of  metallic  acids  varied  betAveen  51-15  and  51-75.  Analyses  of  tho 
metallic  acid  gave  the  relation,  Oh  29-31,  Ti  22-14.  differing  materially  from  Hermann's  results. 
Marignac,  having  previously  examined  the  acids  of  euxenite  (see  p.  522),  concludes  that  the  rela- 
tion between  the  metaUic  acids  is  the  same  as  in  seschynite,  and  that  these  two  minerals  differ 
mainly  in  the  character  of  the  bases  they  contain ;  and  that  both  may  be  represented  by  the 
general  formula  5  E,  Ti+  2  Co. 

Ag^tesite.  Carbonate  of  Bismuth  W.  Macgregor,  Sowerby's  EngUsh  ]Miu..  Bevd.,  Tr.,  ii.  37">, 
1832;  Agnesite  B.  &  M.  Min.,  591,  1852.  An  earthy  steatite-like  mineral  from  St.  Agnes  jn  Corii- 
■wall,  having  G-.=4:-31,  made  by  Macgregor  to  consist  of  C  5] -3,  Ei  28  8,  Fe  2-1,  Al  7-5,  Si  6-7,  H 
3  6=10U  ;  which  result  is  pronounced  by  Beudant  as  probably  "  quelque  grande  erreur,"  and  so 
proved  by  Thomson  (Min.,  ii.  51^4),  who  states,  after  personal  trials,  that  it  did  '■'not  effervesce  with 
acids,  and  contained  only  a  trace  of  bismuth  " ;  and  also  by  Greg  and  Lettsom,  who  examined  a 
specimen  in  the  late  Mr.  Allan's  collection,  from  Mr.  Macgregor,  \y\t\\  the  same  result  as  to  effer- 
vescence, and  say  that  it  may  be  an  impure  bismuth  ochre.  Allan  appears  to  have  thought  it 
unworthy  of  a  place  in  his  edition  of  Phillips'  Mineralogy  (1837j,  and  does  not  even  allude  to  it 
under  bismuth  ochre. 

Altaite  (48,  p.  44)  This  rare  species  has  been  identified  at  the  Stanislaus  mine,  Cal.,  and 
F.  A.  Genth  has  also  observed  it  in  minute  quantities  associated  with  petzite  at  the  Golden  Rule 
mine,  Cal.  (Am.  J,  Sci.,  II.  xlv.  311).  The  mineral  from  the  former  locahty  is  tin-white,  with  a  yel- 
lowish tinge,  tarnishing  to  bronze-yellow;  streak  gray;  with  H.=3,  and  has  a  distinctly  cubic 
cleavage.    Composition,  after  deducting  in  1,  1-03  p.  c,  and  in  2,  1-96  of  quartz  : 


No.  1  is  the  first  complete  analysis  of  this  species,  and  confirms  the  assumption  of  Rose  that 
it  is  a  compound  analogous  to  hessite.  Dr.  Genth  calculates  Xo.  1  to  contain  99-2.5  p.  c.  of  altaite 
and  2-20  of  hessite  ;  and  Xo,  2,  77  42  altaite,  and  23-11  p.  c.  hessite.  An  earher  result  on  another 
specimen  obtained  by  Genth,  after  separating  carbonates  and  excluding  8  p.  c.  free  gold,  and  3-45 
quartz,  gave  Te  (37-14).  Ag 44-19,  Pb  18-37  =  100  00.  This  may  represent  70-85  hessite,  and  29  26 
altaite.  The  material  appeared  to  be  pure,  but  Genth  states  that  further  investigation  is  needed 
to  ascertain  whether  there  is  a  teUiurid  of  sUver,  or  teUurid  of  silver  and  lead,  which  has  a  white 
color  and  cubic  cleavage. 


AiiPHiBOLE  (247,  p.  232).  Compact  asbestus  from  Bolton,  Mass.,  afforded  T.  Petersen  (Jahresb 
for  1866,  924,  1868): 


Cb,  Ti    Sn      Th       Ce    La,  i)i    Y      Fe     Ca  ign. 

51-45    0-18    15-75    1849    5-60    1-12    3-17    2-75    l-07  =  99-58. 


1. 
2. 


Te  37-31     Pb  60-71     Ag  1-17     Au  0-26=99-45. 
[37-00]  47-84  11-30  3  8o  =  10o-00. 


Si  58-80    Al  ir.    Fe  3-05    Mg  22-23    Ca  16-47    H  ^r.  =  100  55.    G.  =  3  007. 
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The  formulas  on  the  new  system  for  aluminous  pyroxene  and  amphibole,  pp.  207,  208,  become^ 
if  the  Greek-lettered  symbol  be  used  also  for  the  silica,  (.ySia,  I^^U)  O|0.;|)  ft. 

AxDALUsiTE  (322,  p.  371).  The  chiastohte  of  Lancaster,  Mass.,  afforded  T.  Petersen  (Jahresb. 
Ib6(),  U2i) : 

Si  41-95    ^1  48-60    l^e  9-30    Oa  0-41  =  100-26.    G.  =  2-923. 


AxoRTHiTE  (310,  p.  337).  Tankite  is  referred  to  anorthite  on  p.  337,  on  the  authority  of  Descloi 
zeaux,  who  has  found  them  to  have  the  same  forms  of  crystals  and  angles  (Mem.  Soc.  Min.  St 
I'et ,  II.  ii.  1867).  Desoloizeaux  also  pubhshes  (1.  c.)  the  following  analyses  of  tankite  by  Pisani: 
gi  42-49,  ^1  34-70,  FeO;74,  Mg  0-30,  Oa  15-82,  Na.  Li  1-60,  K  0-63,  H,  F  4-80=  101 -08;  whence 
the  oxygen  ratio,  IJ,  ft,  Si,  1  :  3  :  4.  The  mineral  is  from  the  iron  mines  of  Arendal,  Norway, 
where  it  was  originally  obtained  by  Mr.  Tank. 

Anorthite  crystals  from  the  Juvenas  meteorite  have  been  measured  by  v.  Lang  (Pogg.,  cxxxiii. 
188). 


Arsenopyrite  (94,  p.  78).  Von  Zepharovich  has  measured  crystals  of  this  species,  with  the 
following  results  (Ber.  Ak.  Wien,  Ivi.  i.  21,  1867): 

From  CEblarn.  Styria  /A  7=111°  10'  38"       \-i  A  l-i,  top,  =  80°  16'  25" 

Freiberg,  Sax.  "       111  27 

Breitenbrunn,  Sax.  "      11129  ^-i  A       top,  =  151  36 

Reichenstein,  Silesia  "       111  30 

Fiisenerz,  Styria  "      111  40 

Joacbimsthal  "      11110  H  A  H,  top,  =  136  30 


Atacaotte  (153,  p.  121).    The  following  are  additional  observations  on  this  species: 

Artif. — Field  has  shown  (Phil.  Mag.,  IV.  xxiv.  123)  that  when  an  alkaline  hypochlorite  is  added 
to  a  boiling  solution  of  the  sulphate,  nitrate,  or  chlorid  of  copper,  the  latter  being  in  excess,  the 
precipitate  produced  has  the  formula  3  Cu  H  +  Cu  CI  H.  The  same  is  formed  when  potash  is 
added  to  an  excess  of  chlorid  of  copper.  If,  in  the  tirst  case  given  above,  the  time  of  ebullition  is 
too  short,  the  precipitate  has  tlie  composition  3  Ou  II  +  Cu  Cl  II  +  2  aq.  Field's  analysis  gave  Cu 
4U  8"'.  Cu  Cl  28  02,  H  22-13,  agreeing  very  closely,  as  he  observed,  with  that  of  Bertiiier  (anal.  1) 
from  Cobija.  BoHvia.  The  formula  requires  Cu  49  o6,  Cu  Cl  28-()l,  H  22-43  =  100.  This  is  also 
the  composition  of  botallackite.  Field  states  also  that  atacamite  is  formed  in  Chili  at  a  seashore 
locality  by  the  action  of  salt  in  the  soil  on  chalcopyrite. 

Debray  finds  that  crystals  may  be  obtained  by  heating  to  200°  C,  Cu^^  with  a  concentrated 
solution  of  common  salt;  or  to  100"  C,  ammoniacal  sulphate  of  copper  with  the  same. 
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Babingtoxite  (242,  p.  227).  The  small,  black,  brilliant  crystals  from  Athol  referred  tobabing- 
tonite  by  Shepard  (p.  228),  do  not  afford  very  nearly  the  angles  of  that  species.    They  are  usually 

implanted  on  green  epidote,  and,  although  black,  they  appear, 
under  a  glass,  to  pass  so  gradually  into  tlie  underlying  mineral 
that  the  first  impression  is  naturally  that  they  are  only  a  black 
variety  of  epidote.  Yet  they  differ  also  from  this  species  in 
angle.  The  author  has  attempted  to  make  new  measurements, 
but  the  crystals  for  the  purpose  were  so  minute  (-417  of  an  inch  in 
length)  that  they  require  further  study  for  satisfactory  results. 
The  author's  figure  and  "  approximate  measurements  "  from  the 
last  edition  of  this  work  are  consequently  here  added  without 
modification,  or  even  the  change  in  the  lettering  that  is  required 
to  bring  the  figure  into  paralleUsm  with  the  figures  of  babingtonite.  0  A  7=90''— 91°,  0  a  /'  = 
85\  OAf=153°  20',  /A/'  =  110°  30' and  69°  30',  /A  «-3  =  129°,  /' A  i-3=120'  30',  6'A-1  = 
135'  4(y,  0  A  1  =  135°  30',  0  A  ^-3=95°  30',  /A  ^=95°  30'. 


Barxhardite  (79,  p.  67).  A  specimen  of  this  mineral  from  BiU  Williams  Fork,  Arizona,  found 
with  metaUic  copper,  cuprite,  chalcocite,  pyrite,  chrysocolla,  malachite,  and  brocliantite,  gave  N. 
S.  Higgins,  according  to  Genth  (Am.  J.  Sci.,  IL  xlv.  319),  S  28-96,  Cu  50  41,  Fe  20-44=99-8l  ; 
sho\ving  a  slight  admixture  with  chalcocite. 

Beryl  (2.54,  p.  245).  The  green  bervl  of  Royalston,  Mass.,  yielded  on  analysis  by  T.  Peterseu 
(Jahresb.  1868,  925)  Si  67-52,  Al  17-42,  Be  14  35,  Fe,  Oa  <r.  =  99-29.    G.  =  2'65. 
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Bekzelianite  (50,  p.  46)  According  to  A.  E.  Nordenskiold  ((Efv.  Ak.  Stockholm,  18G().  ;;oi, 
J.  pr.  Ch.,  cii.  45()j  berzeliauite  occurs  ai  Skrikerum  as  a  bkick  to  blackish-blue  powder,  disseuiiuated 
throug-h  a  coarse  crystalhne  calcite,  showing  uo  traces  of  crysialline  structure,  but  sometiiues 
forming  dendritic  crusts.  When  in  siitiicieut  masses  to  be  observed,  it  has  a  metallic  mstre  and 
silver-white  fracture,  the  surface  of  which  soon  tarnishes.    G.  =  6"71. 

Se         Cu        Ag         Fe  Tl 

1.  39-85       53-14       4-73       0-54       0-38  =  98-64. 

2.  38-74       52  15       8-50       0  54  ^/•.=:y9-74. 

Isordenskiold  remarks  that  the  varying  percentage  of  the  silver  is  possibly  due  to  an  admixture 
of  eucairite,  and  that  the  amount  of  thalhum  in  the  analyses  is  probably  too  low. 


BiSiiaiHAURiTE  or  BiSMUTHic  Gold  Sht}}.^  Min.,  304,  1857.  A  furnace  product  (Am.  J  3ci.,II. 
xxiv.  112,  lb67 j. 

BOBIERRITE.  Phosphate  de  Magnesie  tribasique  et  hydrate  Bobierre,  Les  Mondes,  .April  ISGS, 
691;  bobierrite  Z>a/itt  (5z3A). — Monoclinic ;  in  six-sided  prismatic  forms.  Crystals  minute,  and 
forming  crystalline  agglomerations,  imbedded  in  guano,  looking;  like  white  spots  in  the  guano. 
Crystals  colorless.  Composition,  according  to  Bobierre  (I.e.),  Mg^  P  with  water.  It  is  msoluble 
in  water,  but  easily  soluble  in  acids  without  elTervescence.    Contains  not  a  trace  of  lime. 

From  the  guauo  of  i^iexillones,  on  the  Peruvian  Coast. 


BouLAXGERiTE  (122,  p.  99).  Found,  according  to  v.  Zepharovich,  at  Przibram  in  Bohemia,  with 
jamesonite  (Ber.  Ak.  "Wieu,  Ivi.  1867).    Ue  gives  the  following  analyses: 


S 

Sb 

Pb 

Fe 

1. 

Eusebi  vein,  fib. 

18-77 

26  81 

54-42 

tr  =100  E.  Boricky. 

2. 

■  comp. 

19-77 

24-46 

54-32 

^r.=:98  55  E.  Boricky. 

3. 

Adelberti "  " 

18-89 

21-87 

57-69 

0-8t,  Ag  0  25,  Zn  0-47  =  10  >  01  Helmhacker. 

4 

18-64 

24  31 

55-06 

l-46  =  9.r47  Boricky. 

5. 

Jib. 

18-47 

24- 17 

55-y6 

Fe,  Mn  o-t»8,  Cu  t)-22,  Ag  0-84=99-74  Ilehnh. 

6 

17-60 

22-81 

58-13 

0  57=99  1  1  Boricky. 

7. 

*•       "  capll. 

17-95 

22  91 

57-28 

1-3.%  Ag  0-()6,  Zn  0-34  =  99-89  Helmhacker. 

8. 

U                   U  4. 

17-74 

25-11 

57-42 

/r.  =  lOO  27  Boricky. 

9. 

"        "  needles 

20-49 

27-72 

48-38 

3-47  =  100-0(i  Boricky. 

1,  fine  fibrous,  G-.  =  5-75;  2,  subfibrous,  Gr.  =  5  91  ;  3,  compact,  with  subconchoidal  fracture,  G. 
=  5  877,  associated  with  zinc-blende;  4,  associated  with  a  coarse  granular  to  fibrous  galenite,  G. 
=  5s09;  5,  found  in  nests  in  galenite,  G.  =  5  69;  6,  G.  =  6-U8  ;  7,  in  short,  felt-lii^e,  capillary 
crystals,  with  quartz  and  calcite  ;  9,  associated  with  quartz,  G.  =  5-52. 

F.  A.  Genth  obtained  for  boulaugerite  from  Echo  District,  Union  Co.,  Nevada  (Am.  J.  Sci.,  II. 
xlv.  320,  lb68),  S  17-91,  Sb  26-85,  Pb  54-82,  Ag  0-42  =  100.  Occurs  in  indistinct  acicular  striated 
crystals,  in  white  quartz. 


Brochantite  (701,  p.  664).  F.  A.  Genth  has  found  this  mineral  in  minute  crystals,  showing 
the  planes  I,  i-i,  and  1-/,  with  the  copper  ores  at  Bih  Wilhams  Fork,  Arizona.  For  analyses  of 
specimen,  mixed  with  atacamite,  chrysocolla,  etc.,  see  Am.  J.  !Sci.,  II.  xlv.  Ssl,  1868. 


Calayerite  F.  a.  Genth,  Am.  J.  Sci.,  II.  xlv.  314,  1868.  (98A.)  A  new  teUurid  of  gold, 
from  the  Stanislaus  mine,  Calaveras  Co.,  Cak  It  occurs  massive,  without  erystaUine  structure; 
color  bronze-yellow ;  streak  yellowish-gray ;  brittle  ;  fracture  uneven,  inchning  to  subconchoidal. 

Compositio/i. — Au  Te4=Te  55*53,  Au  44-47.    Analyses  1,  2,  from  2  1-45  p.  c.  quartz  deducted: 

1.  Te  55-89  Au  40-70  Ag  3-52=100-11. 

2.  [56-00]  40-92  3-08  =  100. 

B.B.  on  charcoal  burns  with  a  bluish-green  flame,  yielding  globules  of  very  yellow  gold.  Dis- 
solves in  nitro-muriatic  acid,  with  separation  of  chlorid  of  silver. 

Calaverite  is  frequently  associated  with  petzite,  to  which  a  portion  of  the  silver  in  the  .analyses 
is  attriljuted.  In  a  comparison  of  the  results  of  analyses  cf  sylvanite  from  Transylvania,  Dr, 
Genth  makes  the  suggestion  that  the  so-called  ''gelberz"  (see  anak  8,  9,  p.  82)  is  nothing  else 
than  impure  calaverite. 

Calcite  (715,  p.  670).    Yom  Rath,  in  his  elaborate  papers  on  calcite  (Pogg.,  cxxxii.),  mentions. 
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besides  the  planes  given  from  him  on  pp.  673,  674,  676,  the  scalenohedron  -§f-.  which  has  for 
the  angle  over  its  longer  edge,  155^  4B ,  shorter  edge  101"  35  ,  middle  edge,  114'  54  ;  and  the 
rhombohedron  -|,  having  R  /\  /i  =  142"  56  ,  and  0  /\  i»  =  15S'  28'. 

Cassitebite  (192,  p  157).  T.  Petersen  (Jahresh.  1S66,  920,  1S6S)  found  in  the  tin-stone  of 
Zinnwald,  i^f)  Sn  88-u4,  Fe  4*49,  Mn  2*78,  Ca  C  4  o0= 99-61. 

Catlinite.  C.  T.  Jackson  (Am.  J.  Sci.,  xxxv.  38S)  thus  named  the  red  clay  from  the  Coteau 
de  Prairies.  Lu  the  Upper  Missouri  region,  where  it  forms  a  bed  of  considerable  extent,  referred 
by  Hayden  to  the  Cretaceous  formation.    Analyses ; 

Si  Fe        5tn       Mg       Ca       Xa  K  fi 

'56-11       17-31       6-96    0-20       2-16       12  48       4-50  Thomson. 

48-2         28-2         5  0  0-6       6-0         2  6    8-4  Jackson. 

It  is  a  rock  and  not  a  definite  mineral  species. 

Cextrallassite  How,  Ed.  X.  PhiL  J.,  x.  84, 1859.  (341  A.)  Radiated  massive,  the  fibres  or  columns 
lamellar  and  separable ;  H.  — 3-5;  G-.=:2-45  — 2-46 ;  lustre  pearly  ;  color  white  or  yellowish-white ; 
thin  laminae  transparent;  graduating  into  an  opaque  while  variety,  subresinous  in  lustre;  brittle. 
The  mineral  was  found  in  a  nodule  from  amygdaloid,  near  Black  Rock,  Bay  of  Funuy.  and  consti- 
tuted the  portion  between  a  thiu  outer  layer  (named  by  How  cerinite)  and  an  inner  bluish  mass, 
called  by  him  cyanoliie.    How  obtained,  as  a  mean  of  two  analyses  (1.  c.  j : 

Si  58-86       ^1-14       MgO-16       Ca  2<-92       K  0  59       H  1142. 

B.B.  fuses  easily,  with  spirting,  to  an  opaque  glass ;  a  clear  bead  with  the  fluxes. 

It  is  near  okenite  m  composition. 

Chamoisite  (469,  p.  511).  An  oohtic  mineral,  near  chamoisite,  described  by  Pouillon  Boblaye 
(Mem.  Mus..  xv.).  has  been  called  Bacalite.  It  has  H.  about  4;  G.  =  o-99,  Delesse;  color  greenish- 
black,  bluish,  or  grayish ;  powder  greenish-gray  or  black,  to  reddish-brox^m ;  and  B.B.  fusible 
with  difficulty  to  a  black  magnetic  scoria.    Analyses  :  1,  Berthier ;  2,  Delesse : 

Si      Al     €r       Fe        Fe      Ca      H       C  Clay 

1.  Quiutin      11-0    13-3      0  3     48-8      23  4     3-2  =  100  Berthier. 

2.  "  6  50    7-50    0-50    65-45    13-25    0-45    4  85    1-30    0-20  =  100  Delesse. 

Forms  beds  in  old  schistose  rocks  in  different  parts  of  Brittany,  especially  in  the  forest  of 
Lorges,  a  locality  that  supplies  furnaces  at  I'as  near  Quintin,  in  the  viciuity  of  Si.  Brieuc.  Dept. 
of  C6tes-du-Xord ;  also  at  the  Chapel  St.  Oudon,  near  Segre,  Dept.  of  Maine-et-Loire ;  and  else- 
where. Huot  and  others  derive  the  name  laraUtt  from  Bavalon.  a  locality  of  it ;  but  Descloizeaux 
says  no  such  place  exists  in  Brittany ;  but  tiiat  a  depression  in  the  region  where  it  is  explored  is 
called  the  has  valbn — an  absurd  origin  for  a  name. 

Chktsobebyl  (191,  p.  155).  Frischman  on  twia  crystals  of  chrysoberyl,  Ber.  Ak.  Miinchen, 
1867,  I  429. 

Ceeysolite  (259,  p.  256).  A  partially  decomposed  oHvine,  from  Xeurode  in  Silesia,  afforded 
Rammelsberg  (Z3.  G.,  xix  285)  Si  34  97,  Fe  18-55,  Mg  36  00,  Ca  0-44,  Al  0-75,  H  6,  magnetite 
3-21  =  99-92. 

Claudetite.  Prismatic  Arsenious  Acid  F.  C'tandet,  Proc.  Ch.  Soc.,  18^8,  Ch.  Xews,  xvii 
12--,  1868;  Claudetite  i)awa.  (2-2lA^)  Orthorhombic.  and  isomorphous  with  valentinite,  while 
dimorphous  with  arse  noli  te.  Observed  in  thin  plates,  resembling  selenite.  H.  =  -2-5.  G.  =  3-&5. 
Lustre  strongly  pearly. 

Composition  As  0^  as  for  arsonolite,  being  essentially  pure  arseuous  acid.   Claudet  obtained  in 
an  analysis  about  47  p.  c.  of  this  acid  unth  other  metallic  sabstances  as  impurities. 
Occurs  in  seams  in  an  ore  of  arsenical  pyrites,  at  the  San  Domingo  mines,  Portugal 
It  heads  the  Valentinite  group,  p.  1  »4. 

Clatjstealite  (45,  p.  42).  For  analysis  of  this  mineral  from  Cacheuta,  see  under  Eucairixb, 
p  79a. 
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COLTBTBITE  (474,  p.  515).  Hermann,  in  the  J.  pr.  Ch.,  ciii.  127,  sustains  anew  his  views  oa 
ilmenic  acid,  and  gives  the  following  re  lults  of  receitt  hivestigations : 

eh  Ta       'il  Sn      W  Fe  Mn  Mg 

1.  Haddara      4M7  10-77  '25-74  ()-40  Cy2Q  U'06  5-63  0-49  =  98-52. 

2.  Bodcnmais   35-49  28-1-2  lG-:!8  0-36    14-11  4-13  1-27,  Ou  0-18  =  99-99. 

o.  Greenland    38-27  0-5G  3U-73  ir.    16-54  5-00  0-06=:100-16. 

Hermann  is  here  copied  in  making  the  metallic  acids  to  contain  3  of  oxygen.  Analysis  1  is  a 
revision  of  anal.  4,  p.  517. 

Hermann  makes  three  varieties  of  columbite  :  (1)  Tantalnra-columbite,  with  density  ahove 
5-90.  (2)  Columbium-colurabite,  with  (i.  =  5  oi -5*90.  (S)  Ilmenium-columbite,  with  Gr.  below  5-50. 
He  thus  claims  that  the  Greenland  mineral  is  ilmenium-colunibiie  {Gr.  =  6-4:0),  while,  according  to 
the  recent  careful  researches  of  Blomstraud  (anal.  25,  p.  518),  it  contains  only  columbic  and  taa- 
talic  acids. 

COSALITE  F.  A.  Genih,  Am.  J.  Sci.,  11.  xlv.  319.  (112A.)  Indistinctly  crystalline,  with  longitu- 
dinal  striations,  apparently  rhombic.  Soft  and  brittle.  Lustre  metaUic.  Color  lead-gray.  Frac- 
ture uneven. 

Composition  2  Pb  S+Bi  Ss^Sulphur  IG'IO,  Bi42-25,  Pb  41-65  =  100.  Analyses :  1  (after  deduct- 
ing 2-09  p.  c.  quartz)  ;  2  (after  deducting  26-83  p.  c.  quartz); 

S        As        Pb       Ag        Bi  Co 

1.  15-59      3-07      37-72      2-48      39-06  2-41=:100-B3. 

2.  15-64      5-37      33  99      2-81      37-48      4-22  =  99-51. 

As  cobaltite  was  associated  with  the  mineral,  Genth  regards  the  Co  and  As  as  due  to  this 
species,  and  deducts  them,  making  in  anal.  1,  6-79  p.  c  cobaltite,  and  in  2,  11-88  p.  c,  giving  for  1, 
S  !5-27,  Bi  41  76,  Pb 40-32,  Ag  2  65  ;  and  for  2,  S  15-23,  Bi  42-77,  Pb  38  79,  Ag  3-21  ;  correspond- 
ing with  the  formula  2  (Pb,  Ag)  S+Bi^Si)^,  making  the  mineral  a  jamesonito  in  which  the  antimony 
is  replaced  by  bismuth.  B.B.  cosalite  reacts  for  sulphur,  lead,  and  bismuth,  and  with  soda  on 
charcoal  yields  a  minute  globule  of  silver.  Found  associated  with  quartz  and  cobaltite  in  a  silver 
mine  at  Cosala,  Province  of  Sinaloa,  Mexico. 

Cryolite  (164,  p.  127).  Crystals  of  cryolite  have  been  described  and  figured  by  Websky 
(Jahrb  Min.  1867,  810).  His  measurements  make  the  form  triclinic.  The  general  form  of  the 
iprystals  and  the  planes  are  as  in  f  130.  The  following  are  his  measured  angles,  using  the  letter- 
ing in  that  figure:  I A  7=88°  o'  and  91°  57',  0  A  l-i,  left,  =  124°  35',  OA  1-i  front,  =  125'  54'— 
125°  57',  OA\-t,  back,  =  l25°  28'-125°  33",  (9  A /,  right,  =  90°  24',  0  A  I,  left,  90"  l'-90°  10', 
and  89"  58',  I,  right,  A  ]-i,  front,  =  124°  30',  I,  left,  A  l-i,  front,  =  124°  14' ;  7,  right,  A  l-i,  back,= 
126'  20'.    Two  kinds  of  twins  are  described:  1,  composition-face  i-i;  and  2,  c.-face  0. 

Websky  also  describes  the  optical  characters  of  the  crystals. 

Cyanolite  ffotv,  Ed.  N.  Phil.  J.,  x.  84,  1859.  (341B.)  Amorphous,  of  a  bluish-gray  color,  little 
lustre,  and  nearly  opaque;  H.  =  4-5;  G.  =  2-495;  B.B.  fuses  only  on  the  thin  edges;  gives  clear 
beads  with  the  fluxes.    Two  analyses  by  How  afforded: 

§i  ^1  Mg  Ca  K  fi 

74-15  0  84  ir.  17-52  0-53  7-39  =  100-43. 

72-52  1-24  tr.  18  19  0-61  6-91  =  99-47. 

Probably  the  same  mineral  with  centrallassite  (p.  796),  impure  with  much  more  silica ;  or  it  is 
chalcedon}^,  impure  with  centrallassite.    The  name  alludes  to  the  color. 

DoMEYKiTE  (37,  p.  36).  Occurs  in  the  mountain  of  Paracatas,  between  Cuatzamala  and 
Tlachapa. 

ExAKGiTE  (132,  p.  107).  Occurs,  according  to  E.  "W.  Root  (Am.  J.  Sci.,  TI.  xlv ),  at  the  Morning 

Star  mine,  Alpine  Co.,  Cal.,  both  massive  and  in  smaU,  briUiaut,  black  crystals,  associated  with 
pvrite,  quartz,  and  menaccanite.  H.=4;  G.=4-34.  Mean  of  two  analyses,  S  31-66,  As  13  70, 
Sb  6  03,  Pe.  with  trace- 'Ti,  0-72,  Cu  45-95,  Si  1-08=99  14. 

Erlaxite.  Krian  Brtith.  Handb.,  606.  Supposed  to  be  a  rock. 

EucAiRiTE  (42,  p  39).    According  to  A.  E.  Nordenskiuld  ((Efv.  Ak.  Stockholm,  1866,  361,  in 
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J.  pr.  Ch.,  cij.  456),  tWs  species  occurs  in  opaque  silver-white  to  lead-gray  grains  in  part  dissemi- 
nated in  serpentine,  sometimes  with  indications  of  cubic  or  octahedral  planes.  H.  =  2-5;  Gr.= 
7  "48 — 7  5 1 .    Analyses  : 

Se  Cu         Ag         Fe  Tl 

1.    24-86       42-57        0  35  tr. 

2.  32-01        25  83       44-21       0*36  tr. 

agreeing  with  the  formula  (-Gu,  Ag)  Se  or  -Gu  Se  +  Ag  Se. 

Domeyko  has  examined  the  selenids  from  Cacheuta  in  the  province  of  Mendoza,  Chili  (C.  IL, 
Lxiii.  I0t)4),  and  considers  them  to  consist  of  mixtures  or  combinations  of  three  selenids  :  (A)  A 
compound  analogous  to  eucairite ;  (Bj  a  selenid  of  cobalt  and  iron;  and  (C)  a  selenid  of  lead- 
Analyses  : 

Se        Ag      Cu     Fe     Co       Pb      i>b  C  Gaugue 

1.  SOGO    21-00      1-80    2-20    0-70    43  oO     =992. 

2.  22-40    20  85    12-91    3-10    1-26      6  80  82-n8  =100. 

3.  30  80      9-80    10-20    1-20    2-80    37-10  H-5  =98-4. 

4.    3-73    13-80    3-35    1-97    21-30    15-25      7-40=  . 

5.  23-60      0  80    57-bO    10-90      3-.o0  =  98-6. 

Xo.  1  had  a  bright  bluish-gray  color  and  metallic  lustre,  was  somewhat  porous,  and  occurred 
•with  silicate  of  copper  and  carbonate  of  lead,  which  last  was  separated  before  analysis.  G.= 
6  8.  Xo.  2  was  similar.  lu  3  and  4  the  silver  is  partly  replaced  by  copper.  Xo  5  is  almost  pure 
selenid  of  lead.    (t,  =  T-6. 


G-AXOMATTTE  Breith.,  Char.,  106,  1832.  (Gansekothigerz  Germ..  Goose-dung  Ore.  Chenocopro- 
lite.  BauCL  Min..  1st  ed.,  216,  1837  )  The  material  thus  named  is  in  part  an  impure  irou-sinter, 
containing  some  oxyd  of  cobalt,  etc.  That  of  Joachimsthal  is  a  yellowish  incrustation,  occurring 
with  smaltine.  That  of  Andreasberg  is  a  mixture  of  oxyds  of  antimony,  arsenic,  and  iron,  with  a 
little  arseuous  acid  (Kamm.  Min.  Ch.,  993). 


Gersdorffite  (86.  p.  72).  Analyses  of  gersdorffite,  ha-ving  G.  =  5-49  — 5-65,  from  Craigmuir 
mine,  Loch  Fyne,  Scotland,  by  D.  Forbes  (Phil.  Mag  ,  IV.  xxxv.  181,  1868)  : 

S        As       Xi       Co       Fe      Mn    Cu    Mg  Insol. 
20-01    34-45    21-59    6-32    13  12    0  33    ir.    0  6o  2-71=99-19. 
19-75    35-84    23-16    6  64    11-02    0-33    tr.    o  66    2-6((=10u.  .  , 


GEOi[TRiciTE-(797,  p.  739).  The  author  learns  further  from  L.  Lesquereux  (March  4.  1868)  that, 
as  existing-  species  of  the  families  Fopuhi-s,  Myrica,  and  LauniStSiTe  wax-bearing,  wax  may  have  been 
afforded  to  the  Gesterwitz  beds  by  the  species,  now  fossil  in  that  basin,  Cinnamomum  Eossmiiss- 
leri  Heer.  Gauiiera  lignituui  Web.,  Laurus  primigenia  and  L.  LoJages  Heer.  and  species  of  Safn^a- 
fras ;  and.  as  ( 'eratopttalura  myrkinum  of  de  la  Harpe  is  probably  a  Myrica.  this  also  may  have 
been  one  of  the  wax-yielding  species  of  the  era.  And  althoucrh  no  Populus  has  yet  been  identified 
from  the  basin,  species  are  common  in  the  Tertiary  of  other  parts  of  Europe  and  of  America,  and 
plants  of  the  genus  probably  contributed  largely  towards  these  lignitic  beds. 


GiLBERTiTE  Thom..  Min..  1,  236.  Perhaps  an  impure  kaoHnite.  Whitish  and  silky;  H.  =  2-75: 
G.  =  2  65.  Lehunt  obtained  (1.  c.)  gi  4515.  ^1  40-11,  Fe  2-43,  Mg  1-90,  Ca  4-17,  H  4-j5.  From 
tlie  lode  of  Stonagwyn,  near  St.  Austle,  Cornwall 


GiSMOXDiTE  (372,  p.  418).  Yom  Rath  mentions  Frauenberg.  near  Fulda,  as  a  new  locality  of 
this  rare  mineral  He  speaks  of  the  form  as  a  tetragonal  octahedron,  and  obtained  for  the  angle 
between  two  planes  over  a  basal  angle  61'  3^',  6r  4',  which  gives  for  the  terminal  edge  118'  56V, 
lis'  56'.    The  crystals  are  in  druses  in  basalt  with  phiUipsite. 

Glaucodot  (95,  p.  80).  Occurs,  according  to  Tschermak  (Ber.  Ak.  Wien,  xv.  1867)  and  v. 
Kobell  (J.  pr.  Ch.,  cii  409),  at  Hakansbo  in  Sweden.  The  crystals  have  the  new  plane  2-4. 
Basal  cleavage  less  perfect  than  in  tlie  Chilian  variety.   G.  =  5-973,  Tsch. ;  5-96,  v.  K.  Analyses  ; 

As  S  Co         Xi         Fe  Si 

1.  44-03       19-80  16-06  19-34   =99-23  E.  Ludwig. 

2.  44-30       19-85       15-Ou       0-80       19  07       0-98=100  v.  Kobell 
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G-OLD  (1,  p.  S).  Gold  occurs  in  copper  pyrites  in  the  region  of  Black  Bay,  on  the  north 
shore  of  Lake  Superior,  between  Neepigon  and  Thunder  Bay,  as  observed  by  Chapman,  and  silver 
in  the  galeuite  of  the  same  veins.  The  rocks,  Chapman  remarks,  are  not  Laurentian  or  Azoic, 
althougli  metamorphic,  but  altered  Silurian,  or  identical  in  general  age  with  the  gold-bearing 
rocks  of  eastern  Canada  and  Nova  Scotia." 

D.  Forbes  has  pubhshed  analyses  of  Welsh  gold  (rhil.  Mag.,  lY.  xxxiv.  3-iO) : 


Au 

Ag 

Fe 

Quartz. 

1. 

Clogan 

9016 

9-26 

tr. 

0  32,  Cu  ^r.=:99-74. 

89-b3 

9- 24 

tr. 

0-T4:=99-81. 

3. 

Mawddach  R. 

84-89 

13-99 

0-34 

0-43,  Cu  <r.  =  99-65. 

Nos.  1  and  2  were  from  a  quartz  vein,  associated  with  tetradymite,  pyrite,  chalcopyrite,  galenite, 
chlorite,  calcite,  dolomite,  ankerite  ?  siderite,  and  barite.  G,  of  1  =  17-26.  jSTo.  3  was  stream  gold 
associated  with  nienaecanite.    G.=  ]5-79. 

Gold  from  the  Stanislaus  mine,  Cal.,  gave  Genth  Au  88-63,  Ag  11-37  (xim.  J.  Sci.,  TI.  xlv.  31). 

Harmotome  (390,  p,  439).  Descloizeaux  has  subjected  crystals  of  the  morvenite  variety  to  a 
new  examination  (L'Institut,  1868,  35),  and  finds  that  they  are  optically  7/Z(9?toc//?i?c  instead  of 
orthc^rhombic ;  and  observes,  consequently,  that  they  are  not  hemihedral  as  suggested  by  Gadohn, 
and  as  stated  on  p.  440. 

Hematite  (iSO,  p.  140).    New  forms  of  crystals  of  hematite  from  Keswick,  Cumberland,  and 
from  Elb;i.  have  been  described  by  Hessenberg  (Min.  Not,  No  8),  adding  the  new  planes  ^,  — 
from  the  former,  and      and  -f-  from  the  latter. 

Hessite  (58.  p.  50).  Analyses  of  hessite  from  the  Stanislaus  mine  by  F.  A.  Genth  (Am.  J.  Sci.. 
11.  xlv.  311,  1868): 

Te         Au         Ag        Pb  Ni 

1.  44-45       3-28       46-34       1  65       4-71  =  100-43. 

2.  [39-64]      3  22        55-60    1-54=100 

In  No.  1,  7*21  p.  c  of  impurity  are  excluded,  of  which  4-22  was  free  gold  and  the  balance 
quartz;  and  in  No.  2,  28-6(>  p.  c.  including  6  p.  c.  free  gold.  Genth  concludes  that  the  mineral 
is  a  mixture  of  hessite  with  altalte  and  his  new  species  melonite  (Ni2  Tcs) ;  anal.  1  giving  78-11 
hessite,  2-67  altaite,  and  20-03  melonite,  -w^hile  2  has  92*82  hessite  and  6-55  melonite. 

^    PItdrobucholzite  of  Thomson.    Thomson  obtained  (Min.,  i.  237)  §i  41-35.  iil  49-55,  H  4*85, 
gj^psum  3' 12  =  98-87.    Probably  from  Sardinia. 

HuYSSEXiTE.  Eisenstas-ifurtit  Huyssen,  Berggeist,  x.  67,  1865,  Jahrb.  Min.  1865,  329:  Stass- 
furtit  Binchof,  ib. ;  Huysseuite  Dana.  (597  A.)  This  borate,  briefly  aUuded  to  on  page  596, 
appears  to  bo  a  distinct  species,  and  has  the  folloAving  characters  : 

Massive,  and  in  nodular  coueretionary  forms.  G.  =  2-78  ;  but  after  removal  of  mixed  chlorids, 
3-o9.    Lustre  feeble.    Color  greenish  gray, Jbecoming_  yellow  on  exposure,  from  the  iron  present. 

Composition  according  to  Bischof :  Mg^  40*36,  Fe^  B'*  50-u5,  Mg  CI  9-59=  100,  corresponding 
to  the  formula  [h  Mg  +  +  Fe)'  ]iK 

Occurs  at  the  salt  mine  of  Stassfurt,  with  stassfurtite,  which  it  much  resembles ;  its  nodules 
contain  usually  a  nucleus  of  common  salt,  while  those  of  stassfurtite  have  one  of  red  caruallite. 

Hyalophane  (313,  p.  346).  An  analysis  of  this  mineral  from  Binnenthal  gave  T.  Petersen 
(Jahresb.  186ii,  9i8.  gi  51-84,  3cl  22-u8,  MgO'lO,  CaO-65,  Ba  14-82,  Iv,  Na  [lU-03].  H  0-48=  luu. 

Hydrosilicite  v.Wa%  Yulk.  Gest.,  305.  (349 A.)  An  amorphou^^  substance  or  crust  from 
Palagonia  and  Aci  Castello.  Sicily,  which  afforded  v.  Waltershausen  Si  44-90,  Mg  4-60.  Ca  33-32, 
Na  2-11,  K  1-86,  H  13-^1  =rLOu;  and  another  variety.  Si  43-31,  Al  3-14,  Mg  b-667Ca  28-70,  NaK 
1-70,  H  14  48=100.    Corresponds  nearly  to  the  formula  KSi+H. 

Hydrotalcite  (214,  p.  179).  E.  W.  Root  has  obtained  (priv.  contrib.)  for  houghite  from 
Somerville,  N.  Y. : 


^1 

Mg 

fi 

C 

Insol. 

1. 

21-90 

31-07 

30-65 

6-91 

8-89  =  99  42. 

2. 

21*61 

31*52 

o0-.o5 

6-88 

9-15  =  99-71. 

Mean 

21-75 

31*24 

3U-60 

6-89 

9-02  =  99-50. 
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The  insoluble  in  No.  2  consisted  of  4-43  Si  and  4"36  undecomposed  mica,  etc.  The  results 
accord  closely  with  those  ol"  Johnson. 

Htpoxanthii'E  Bowney,  Ed.  K  Phil.  J.,  II.  ii.  308,  1855;  Sienna  Earth.  A  brownish- 
yeUow  ferruginous  clay  or  ochre,  probably  only  clayey  yellow  ochre.  G.  =  3'46.  Analysi-i 
obtained  Si  11 '14,  Al  9-47,  ¥^e  6o-35,  Ca  0-53,  Mg  0'03,  H  13-U0  =  99-52. 

jAifESONiTE  (112.  p.  90).  Jamesonite  from  Eusehi  vein,  Przibram,  Bohemia  (v.  Zepharovich, 
Ber.  Ak.  Wien,  Ivi.  June,  1867),  afforded  R.  Hehnhacker  S  20-21,  Sb  30-81,  As  ir.,  Pb  47-15,  Fe 
lo5  =  99-54. 

Occurs  in  fine  fibrous  plates  and  lenticular  masses  in  granular  galenite. 

8u9.  Jaulixgite.  Pt.  of  Jauhngite  v.  Zepharovich,  Ber.  Ak.  Wien,  xvi.  366,  1855.  Amor- 
phous, resin-hke.  Brownish-yellow.  Brittle.  At  50°C.  softens,  70  C.  liquid.  Easily  soluble 
in  alcohol  aud  ether.  Aromatic  odor  when  heated.  Katio  for  ^,  H,  0=39  :  6u  :  4^=<d.2  6'^lio^3, 
Ragsky,  who  obtained  (|)  C  77  97,  H  10-14,  0  11-89=100.  Not  soluble  in  a  carbonated  alkah, 
and  scarcely  at  all  in  a  potash  solution.  The  above  was  dissolved  out  of  a  resin  (called  Jauhngite 
by  V.  Z.,  because  occurring  at  the  Jauling,  near  St.  Viet,  in  Lower  Austria)  by  means  of  sulphid 
of  carbon.  The  resin  somewhat  resembles  amber,  is  hyacinth-red,  translucent  in  thin  splinters, 
may  be  rubbed  to  a  yeUow  powder  between  the  fingers,  and  has  H.  =  2-5,  G.=  l-ii98— 1-111. 

813A.  A  Beta-jauiingite  was  obtained  from  the  residue,  after  the  treatment  with  sulphid  of  car- 
bon, by  the  action  of  ether.  Color  brownish-yeUow.  Softens  at  135'  C,  aud  becomes  hquid  at 
16u\  Dissolves  easily  in  alcohol  and  ether,  but  not  in  carbonated  alkah  or  sulphid  of  carbon. 
Ratio  fore,  H,  0=40  :  53^  :  8^;  or  18  :  24  :  4,  Ragsky,  who  obtained  (f)  C  70-9(),  H  7-9:-',  0  21-17 
=  100.  It  contains  double  the  oxygen  of  the  preceding,  with  less,  proportionally,  of  hydrogen. 
The  ratio  is  nearest  to  that  of  guyaquillite  (No.  813). 

KiEWAXiTE  Thorn.,  Min.,  i.  378,  1836.  A  fibrous,  green,  chlorite-like  mineral  from  the  basalt  of 
the  X.E.  coast  of  Ireland.  R.  D.  Thomson  found  in  it  (1.  c.)  isi  4U-5,  Al  1 1-41,  Fe  23-91,  Ca  19  78, 
H  4-35  =  99  95. 

Leedsite  Thorn.    A  mixture  of  Ca  S  71-9,  Ba  S  28-1,  from  near  Leeds. 

Lesleyite  /.  Lea,  Proc.  Ac.  Philad.,  1867,  44.  A  soft  fibrous  mineral  found  near  Unionville, 
Pa.,  on  corundum,  yet  undescribed.  and  not  proved  to  be  a  new  species. 

Magnetite  (186,  p.  14o).  A  niccoliferous  magnetite  occurs,  according  to  Petersen  (Juhrb.  Min. 
1867,  830),  north  of  Pregratten  in  the  eastern  Alps.  He  obtained  for  one  specimen,  on  analysis, 
3Fe  68-92,  Fe  29-32,  Ni  1  76,  3ttn,  €r,  Ti  ir.  =  100. 

MARC-iSiTE  (90,  p.  75).  0.  Mene  has  observed  that  the  pyrites  of  unaltered  sedimentary 
beds  is  mostly  marcasite,  while  that  of  metamorphic  rocks  is  pyrite  (C.  R ,  Ixiv.  867).  The  follow- 
ing analyses  are  by  him : 

G.  S      Fe      Si     ^1    H  Organ. 

1.  Champagne  4-1759       (?|)  46-4    40  9      8-4    1-7    2-1  —=99-5. 

2.  Ain  4  1822       (^)  48-2    42-0     5  8    1-4    1-4    0-3,  Ca  0-7=99-8. 

3.  Bauregard,  etc.      4-2066       (f)  50-7    44  0     3-2    0-6    0  9    Q-l,  Ca  0-2=99-7. 

4.  Creusot  4-1809       (1)49-1    32  5      5-9    0  9    0-9    0-3  =  99-6. 

5.  St.  Etienne  4-1803       (f)  48-5    42-3      6-6    1-0    0-7    0-3  =  99-4. 

6.  Oise  and  Aisne     4-1770       (^)  44-9    38-9    11-3    2*4    1-7  0-3=99-5. 

Anal.  1  of  nodules ;  2,  from  the  oolite  ore  beds  of  Yillebois  aud  Serrieres;  3,  from  ammonites, 
from  Bauregard,  Mazeuay,  and  LaverpiUiere :  4,  5,  from  the  coal-beds ;  6,  bituminous  pyrites. 

Melanterite  (664,  p.  646).  An  impure  sulphate  of  iron,  apparently  a  mixture  of  melanterite 
and  a  sulphate  of  the  sesquioxyd  (as  remarked  by  Kenngott,  Ueb.  1865),  from  Bourboule,  in  the 
Dept.  of  Puy  de  Dome,  France,  has  been  named  Bourhoulite  by  Lefort  (C.  R.,  1862,  Iv.  949,  Jahrb. 
Min.  1863,  588).  Derived  apparently  from  the  alteration  of  marcasite.  Lefort'a  analyse* 
obtained : 


s 

Fe 

fl 

38-04 

5-08 

1608 

40-80  =  100. 

37-55 

8-71 

13-83 

39-91  =  100. 

35-22 

8-25 

12-99 

43-54=100. 

It  is  a  friable  greenish  substance,  partly  soluble  in  water  and  partly  in  acids. 
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Melonite  F.  a.  Genili,  Am.  J.  Sci.,  II.  xlv.  313,  18G8.  (lOOA,  Appendix  to  Sulphids,  etc.)  A 
new  tellurium  mineral  from  among  the  ores  of  the  Stanislaus  mine.  Porm  hexagonal,  with  eminent 
basal  cleavage.  Generally  in  indistinct  granular  and  foliated  particles.  Lustre  metallic;  color 
reddish-white,  rarelv  tarnished  brown;  streak  dark  gray. 

Composition  Xi,  Tcs^Te  76--i9,  Ni  23-51  =  10o.  An  analysis  aflTorded  Te  73-43,  Ag  4-08,  Pb 
0-72,  Ni  20;)s  — y9-2l;  the  nickel  contained  a  minute  trace  of  cobalt.  B.B.  in  the  open  tube 
gives  a  sublimate  fusing  to  colorless  drops,  leaving  a  gray  mass  ;  on  charcoal  burns  with  a  bluish 
'iame,  giving  a  white  volatile  coating,  and  a  greenish-gray  residue;  in  R.F.  with  soda  a  gray 
powder  of  magnetic  metallic  nickel.  Soluble  in  nitric  acid,  giving  a  green  color,  and  on  evapora- 
tion yielding  a  white  cj-stalline  powder  of  tellurous  acid. 

Genth  considers  the  analysis  to  correspond  to  G'tiO  p.  c.  hessite.  1-17  altaite,  2-29  native  tel- 
lurium, and  89-25  melonite,  which  he  assumes  to  have  the  composition  Ni2  Tes,  altliough  he 
observes  that  the  hexagonal  form  would  better  agree  with  the  formula  Ni  Te.  But  the  latter 
view  would  require  that  over  one-third  of  the  mixture  should  be  native  tellurium,  which  he 
thinks  scarcely  probable,  as  the  material  for  analysis,  when  examined  by  a  strong  magnifier, 
showed  a  small  quantity  of  dark  colored  hessite,  but  every  other  particle  had  a  reddish  hue, 
without  the  slightest  admixture  apparently  of  any  grayish-white  mineral. 


Mexaccanite  (181,  p.  143).  A  variety  of  this  species,  from  the  basalt  of  Turner's  Hill  quarry, 
Staflbrdshire,  gave  D.  Forbes  (Phil.  Mag.,  TV.  xxxiv.  347),  after  excluding  silicates  and  insoluble, 
Ti  34-28,  ¥e  65  72;  G.=4-69. 


Mica  Gboup.  A  micaceous  mineral  has  been  named  Etlveian  by  R.  T.  Simmler  (his  Petriia,  9, 
Kenng.  Ueb.  1865,  135,  1868),  but  without  a  determination  of  its  composition  or  exact  relations  to 
other  species.  It  forms  part  of  a  schist  and  quartzite  in  the  gneiss  formation  (Alpinyte)  of  the  Alps. 
H.  =  3  — 3-5;  G.=:2-77  — 3-03  ;  lustre  pearly  or  waxy;  color  gray  to  whitish,  reddish,  greenish, 
violet,  and  copper-red  ;  streak  grayish- white  to  reddish.  In  the  closed  tube  yields  little  or  no 
water.  B.B.  fuses  with  difficulty  on  the  edges ;  the  borax  pearl  is  colorless  when  cold.  Not 
attacked  by  hot  acids.  Stated  to  consist  probably  of  silica,  alumina,  lime,  magnesia,  and  protoxyd 
of  iron. 

A  micaceous  mineral  from  Chester  Co.,  Pa.,  has  been  named  Paitersonite  by  L  Lea  (Proc.  Ac. 
Philad.,  1867,  45),  but  without  the  mention  of  its  distinctive  characters. 


MoxTAisriTE  (711,  p.  668).  Dr.  Genth  has  detected  this  tellurate  with  the  tetradymite  of  David- 
son Co.,  N.  C.  (Am  J.  Sci.,  II.  xlv.  319),  two  analyses  afi'ording: 

Te  Bi  H  Cu  Pe 


1.  25-45  68-78  [3*47]  r04  1-26=100. 

2.  23-90  71-90  [2-8UJ  1-08  0-32  =  100. 


Genth  remarks  that  it  is  still  doubtful  whether  the  mineral  contains  1  or  2  atoms  of  water. 


Muscovite  (294,  p.  309).  New  analyses  of  this  species,  with  an  extended  discussion  of  the 
chemical  composition  of  the  different  kinds  of  mica,  have  been  published  by  Rammelsberg  hi  ZS. 
G.,  xix.  400  : 


1.  Uton,  Sweden 

2.  Easton,  Pa. 

3.  Goshen,  Mass. 

4.  Aschaflfenburg 

5.  Bengal 


Si 

^1 

Pe 

Fe 

Mn 

Mg 

Na 

K 

F 

fl 

45-75 

35-48 

1-86 

0-52 

0-42 

1-58 

10-36 

1-32 

2-50= 

99-79. 

46-74 

35-10 

4-00 

1-53 

0-80 

9-63 

1-05 

3-36  = 

102  21. 

47-02 

36-83 

0-51 

1-05 

0-26 

0-30» 

9-80 

0-52 

3-90  = 

100-19. 

47-69 

33-07 

3-()7 

2-02 

l-73i> 

9-70 

0-19 

3-66  = 

101-13. 

47-39 

35-56 

2-79 

0-53<= 

0-96 

0-83 

9-53 

0-46 

4-11  = 

10216. 

With  lithia.         ^  With  manganese.         *  With  lime. 


No.  1,  G.  =  2-836,  optic-axial  angle  72°  — 73°,  Senarmont ;  2,  G.  =  2-904,  optic-axial  angle  64-8° 
Quincke;  3,  G.  =  2  859,  optic-axial  angle  75'— 76',  Descl. ;  4,  G.  =  2-9ll,  optic-axial  angle  67-9°, 
_  Avcke  ;  Bengal,  G.  =  2-8i7,  optic-axial  angle  66  T. 

The  mineral  from  Easton  is  evidently  not  the  silvery  mica  referred  on  p.  307  to  biotite, 
the  optical  angle  of  which,  according  to  both  Grailich  and  Blake,  is  less  than  2°. 

Mica  from  Royalston,  Mass.,  aftbrded  T.  Petersen  (Jahresb.  1866,  928,  1868)  Si  46-03,  ^132-10, 
Pe  6-85,  Mn  2-48,  Mg  0-23,  Ca  0-90,  K  11-20  =  99-79;  G.  =  2-947. 


Nephrite.    Kastner  has  analyzed  an  aluminous  jade  or  nephrite  from  China  (Gehlen's  J.,  il 
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4o9),  differing  from  those  of  pp.  237,'  290,  292;  and  Melch'or  and  Meyer  (Ber,  Ak.  WieL,  xlix 
475)  a  kind  from  ^ew  Zealani.    Both  are  infusible,  or  nearly  so.    They  obtained: 


8i 

^1 

Mg 

Oa 

K 

1. 

China 

50  50 

10-00 

5  50 

31-uO 

2-15,  ^r  0-05  Kastner. 

2. 

N.  Zealand 

53-01 

10-83 

7-18 

14-50 

12-40 

0-97 

Ml  =  100-00  M.  &  M, 

3. 

55-01 

13-6t) 

3-52 

21  62 

1-42 

5-04=100-:d7  M.  &  M. 

For  2.  0.  ratio  for  R.  R,  Si,  9-5  :  7  2  :  27  6 ;  for  3,  8-9  :  7-4  :  28-6.  Nos.  2  and  3,  as  described 
by  Hoehstetter  (I.  c.),  are  somewhat  slaty,  and  are  hardest  on  the  transverse  surfaces  of  fracture. 
In  No.  2,  H.  =  5  —  5-5  ;  in  another,  3-5 —5.  G.  =  2-61.  It  is  called  iaw^rnyai  by  the  New  Zealanders. 
B.B.  thinnest  splinters  infusible,  but  becomes  white  and  opaque.  In  No.  3,  H.  =  5-5  — 6  5  ;  on  a 
poHshed  cross  face,  7.  G.  =  3-02,  B.B.  fuses  with  great  difficulty,  becomes  discolored  and  opaque. 
This  variety  contains  much  water. 

These  minerals  are  probably  mere  mixtures,  as  may  well  be  true  of  such  massive  substances. 
For  non-aluminous  jade  or  nephrite,  see  p.  237. 

Orthoclase  (316,  p.  352),  The  twin  crystals  of  orthoclase  from  Carlsbad,  Bohemia,  afforded 
Rammelsberg  and  Bulk  (ZS.  G.,  xviii.  393): 

Si       ^1      3Pe     Mg     Ca    ]5a     Na  K 

1.  White       G.  =  2-573       63-02    18-28    0-14    0-48    2-41    IS-OYrrlOO  Ramm. 

2.  Reddish      G.  =  2  55         65-23    18-26    0-27  tr.    1-45    14-66  =  99-87  C.  Bulk. 

White  feldspar  from  Royalston,  Mass.,  gave  T.  Petersen  (Jahresb.  1866,  927,  1868)  Si  65*79, 
^1  17-46,  Fe  tr.,  Mg  tr.,  Ca  0-59,  Na  5-21,  K  14-26,  H  0-37  =  100-98.    G.  =  2-631. 

Palagonite  (425,  p.  483).  Yon  Wartha  found  in  the  palagonite  of  the  basaltic  tufa  of  Battina, 
in  Baranyer  Comitat  (Hungary)  (Verh.  G.  Reichs.  1867,  210),  Si  26-H9,  ^1  11-09,  3Pe  8-43,  Ca 
12-69,  Mg  2-29,  Sr  1-03,  Na  0-63,  K  r07,  H  11-09,  C  7-70,  phosphate  of  hme  0-97,  insoluble 
residue  16*81  =  99-89.  Excluding  the  residue,  phosphate  of  lime  and  carbonic  acid,  with  its 
equivalent  of  lime,  the  resuUs  become  Si  41-78,  3tl  17-17,  3Fe  13-05,  Ca  4-47  Mg  3-55,  Sr  0-19,  K 
1-66,  Na  0-97,  H  17-16  =  100-00,  corresponding  very  well  with  the  composition  of  palagonite  from 
other  localities. 

Plagioclase.  Breithaupt's  name  for  the  group  of  triclinic  feldspars,  the  two  prominent  cleav- 
age directions  in  which  are  oblique  to  one  another,  nXayioi  signifying  oblique. 

Plombierite  Dauhree,  C.  R.,  xlvi.  1088,  18^58,  Ann.  d.  M.,  Y.  xiii.  244.  (340A.)  A  gelatinous 
substance  which  hardens  in  the  open  air,  formed  from  the  thermal  waters  of  Plombieres.  It 
becomes,  on  hardeaing,  opaque  snow-white.  It  afforded,  after  drying  at  lOO'C,  Si  40*6,  i^l  1-8, 
Oa  34-1,  H  2o-2  =  99-2,  corresponding  to  Oa  Si+2  If,  a  hydrated  silicate  of  lime. 

Chabazite  and  apophyhite  in  fine  crystals  are  other  results  of  the  action  of  the  waters  of  Plom- 
bieres  on  the  brick  and  mortar  of  an  old  Roman  aqueduct,  besides  hyaHte,  aragonite,  and  perhaps 
scolecite  and  harmotome. 

Pyrite  (75,  p.  62).  The  pyrite  associated  with  the  niccoliferous  pyrrhotite  of  Inverary,  Scot- 
land, gave  D.  Forbes  (Phil.  Mag.,  lY.  xxxv.  178)  S  49-32,  Fe  45-73,  Ni  1-99,  Co  1-24,  Cu  MS, 
insoluble  0-06  =  99-52  ;  G.=4-93.  Forbes  says  that,  in  the  examination  of  several  hundred 
specimens  of  pyrite  and  pyrrhotite  from  different  localities,  nickel  is  rarely  found  in  pyrite,  while 
often  present  in  pyrrhotite ;  on  the  contrary,  cobalt  is  rather  common  in  pyrite,  and,  compared 
with  nickel,  in  quite  small  quantity  in  pyrrhotite. 

Analyses  of  pyrite  from  diflerent  French  locahties  by  C.  Mene  (C.  R.,  Ixiv.  870) : 


G. 

S 

Fe 

Si 

*1 

H 

1. 

Chessy  and  St.  Bel 

4-6205 

(f)46  5 

39-3 

10-0 

3-8 

0-2  =  99-8. 

2. 

Lavoulte 

4-7712 

(!)  48-7 

42-9 

7-0 

0-8 

0-1,  Ca  0-3  =  99-8. 

3. 

Allevard 

4-7500 

48-5 

42-1 

65 

2-0 

0-4=99-5. 

4. 

Aude 

4-7428 

49-1 

43-5 

6-0 

1-0 

0-2  =  99 -8. 

5. 

Elba 

4-8008 

52-2 

48-5 

4-0 

0-1 

 =99-8. 

6. 

Conflens 

4-8102 

52-4 

48-1 

3-5 

0-7 

0-2  =  99-9. 

7. 

Allier 

4-8083 

52-7 

44-2 

2-5 

0-2  =  99-6. 

8. 

Gard 

4-7318 

(1)48-5 

40-5 

8-7 

1-7 

0-3  =  99-7. 
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Mene  observes  that  the  pyrites  of  unaltered  sedimentary  rocks  is  mostly  marcasite. 

Pyromelane  G.  U.  Shepard^  Am.  J.  Sci.,  II.  xxii.  96,  1856,  Min.,  253,  1857.  In  angular  graina 
from  the  gold-washings  of  McDowell  Co.,  N.  C.  H.  =  6-5;  G.  =3*87;  lustre  resinous;  color  red- 
dish to  yellowish-brown  and  black  ;  sub  translucent.  B.B.  infusible,  but  becomes  black  and  opaque 
(whence  the  name) ;  soluble  in  the  fluxes,  giving  reactions  of  titanic  acid  and  iron.  Stated  to  be 
"  essentially  a  titanate  of  alumina  and  iron  with  traces  of  lime  and  glucina,"  and  "may  contain 
zirconia  also  "  :  but  the  evidence  of  such  a  composition  is  not  given.    Perhaps  a  variety  of  titan- 

li/C. 

Pyroxene  (238,  p.  212).  An  analysis  of  malacohte  from  Gefrees  (Fichtelgebirge)  afforded  K. 
Hausholer  (J.  pr.  Ch.,  cii.  35)  Si  54-uO,  ^1  0-62,  Fe  3  78,  Mn  0*27,  Mg  15-31,  Oa  25-4n  =  y9-Go. 
G.  =  3--'85. 

For  an  article  on  the  constitution  of  aluminous  pyroxene  and  amphibole,  by  Rammelsberg,  see 
ZS.  G.  Ges.,  xix.  496;  and  a  word  on  the  formula,  by  the  author,  p.  794. 

Canaaniie  is  a  whitish  pyroxene  rock,  as  stated  on  page  322.  It  was  called  scapolite  rock  by  Hitch- 
cov^k  (G.  Rep.  Mass.,  315,  1835,  369,  1841),  and  later  named  Canaaniie  va.  Alger's  Min.,  1844,  after 
an  analysis  (see  below)  by  S.  L.  Dana.  It  is  a  whitish  and  grayish-white  rock,  subcrystalline  in 
fracture,  with  H.  =  e')'5  and  G.  =  8-07,  and  constitutes  ridges  in  the  vicinity  of  Canaan,  Ct.  It  is 
overlaia  by  a  dolomite,  abounding  in  some  layers  in  crystals  of  whitish  pyroxene,  and  at  the  junc- 
tion is  much  mixed  witn  lue  >:lolomite.  Dr.  Dana  obtained  in  his  analysis  (Hitchcock's  Rep.,  569, 
1841): 

gi  53-37     a^l  10-38     Fe  4-50     Mg  1-62     Ca  25-80     0  4-U0  =  99-67. 

A  specimen  has  been  recently  analyzed  by  B.  S.  Burton  (priv.  contrib.),  with  the  following 
results,  showing  that  the  alumina  of  tne  preceding  was  an  error : 

Si  51-30     Fe  1-60     Mg  16-47      Ca  25-21     0  5-91     H  0-39=100-88. 

The  5-91  carbonic  acid  corresponds  to  13-41  of  carbonate  of  lime  present  as  impurity.  Whether 
the  carbonate  is  a  result  of  alteration  or  not  is  yet  unascertained. 

Pyrrhotite  (68,  p.  58).  Analyses  of  niccoliferous  pyrrhotite  from  Inverary  and  from  the  Craig- 
muir  mine,  Scotland,  by  D.  Forbes  (Phil.  Mag.,  IV.  xxxv.  174) : 

S         Fe        M       Co      Cu  Insol. 

1.  Inverary       37-50     49  97      11-17      tr.       ir.      0-24,  Mg  0*9 6 =99 -84. 

2.  Craigmuir     37-99      5u-87      lO'Ol     1-02      tr.      0-38,  As  0-04=100-31. 

G.  of  1  =  4*50;  2=4-602.  Forbes  suggests  that  there  may  be  two  definite  compounds  under 
niccoliferous  pyrrhotite ;  one  with  the  formula  5  (Fe^  S*')  +  Ni  S,  with  10-93  of  nickel,  and  one  15 
(Fe'  S')-f  Ni  S  with  4-10  nickel,  correspondmg,  according  to  him,  with  many  analyses  of  pyrrho- 
tite from  a  wide  range  of  localities. 

Quartz  (231,  p.  189).    See  Tridtmite  and  Yestan  beyond. 

Refdanskite  Hermann,  J.  pr.  Ch.,  cii.  405.  (41 2  A.)  An  earthy  mineral  occurring  in  masses 
which  fall  to  powder  under  slight  pressure.  Adheres  to  the  tongue.  Color  dirty  grayish-green. 
G.  =  2  ■  7  7 .    Analysis  : 

Si  32-10    ^13-25     Fe  12-15    M  18-33    Mg  11*50    ft  9-50    Mn,  Bi  /r.  Sand  13-00  =  99-83. 

Or,  excluding  the  sand,  gi  36-92,  ^1  3  73,  Fe  13-97,  Xi  21-07,  .Mg  13-22,  H  10-92  =  99-83.  0. 
ratio  for  R,  Si,  H,  3  :  4  :  2,  the  same  as  in  serpentine,  of  which  this  species  may  be  considered  a 
niccoliferous  variety  (see  p.  464). 

RiCHMONTJiTE.  HYPOTHETICAL  PHOSPHATE.  The  substauce  labelled  gibbsite  from  Richmond, 
^lass.,  in  which  Hermann  states  he  found  37  p.  c.  of  phosphoric  acid  (see  his  analysis  under  Gibb- 
site, p.  178)  has  been  named  Richnioudite  by  Kenngott  (Vierteljahrschr.  nat.  Ges.  Zurich,  xi,  225). 

SCHEELITE  (614,  p.  605).  Rammelsberg  has  measured  crystals  from  the  Riesengebirge  (ZS.  G.^ 
xix.  493),  and  deduced  the  same  dimensions  as  those  of  Dauber  given  on  p.  605  (Pogg.,  cvii.  272). 
The  crystals  are  unusually  fine,  some  of  them  being  an  inch  in  length.    They  are  found  at  Kies* 
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berg  between  Gross- Aupa  and  tlie  Riesenbaude,  as  described  by  Roemer  (ZS.  G.,  xv.  607),  who 
{■,l?o  gives  some  measurements  of  the  crystals,  besides  a  particular  account  of  the  geological  cha- 
racter of  the  region. 

Selbite.  Luftsaures  Silber  (from  anaLby  ^e\h)Wide7imann,  Min,,  689,  1794,  Lenz,  Min.,  95,  1794; 
Grausilber ;  Carbonate  of  Silver;  Selb,  Tasch.  Min.,  xi.  394,  1817  ;  Selbit  ffaid.,  Handb.,  506,  1845. 
A  grayish  ore,  made  a  carbonate  by  Selb,  its  discoverer,  in  1788,  at  the  mine  Wenzelnear  Wolfach, 
with  the  composition  (Widenmann,  1.  c,  here  cited  from  Lenz,  1.  c),  Carbonic  acid  12,  oxyd  of  sil- 
ver 72"5,  antimony  15-2,  with  carbonic  acid  and  oxyd  of  copper.  According  to  Walchner  (Mag. 
f.  Pharm.,  xxv.  1)  it  is  only  a  mixture;  and,  according  to  Sandberger  (Jahrb.  Min.  1864,  221),  one 
of  Selb's  original  specimens,  under  the  lens,  proved  to  contain  within  earthy  argentite,  besides 
dolomite  and  silver,  and  all  parts  afforded  a  sulphur  reaction. 

Del  Rio  described  a  carbonate  of  sOver  from  Real  Catorce,  Mexico,  where  it  is  called  Plata  Azul 
(GUb.  Ann.,  Ixxi.  11),  which  also  is  regarded  as  a  mixture. 

Serpentine  (411,  p.  464).  An  analysis  of  the  dark  green  noble  serpentine  of  Newburyport, 
Mass..  gave  T.  Petersen  (Jahresb.  1866,  931,  186S)  Si  41-76,  Al  tr.,  Fe  4  06,  Mg  41-40,  H  13-40 
=  l()0-62.    G.  =  2-8U4. 

Silicate  of  Ytteia  Damour.  L'Tiistitut,  1853,  78.  fT.r=5  — 6;  scratches  glass.  G.=:4-391. 
Color  brown.  Probably  a  silicate  of  yttria  B.B.  whitens,  but  infusible.  Not  soluble  in  salt  of 
phosphorus.    Sulphuric  acid  heated  to  300^C.  decomposes  it,  leaving  a  siliceous  residue. 

From  the  diamond  sands  of  Bahia,  Brazil. 

Tenorite  (Melaconite,  178,  p.  136).  The  tenorife,  or  oxj-d  of  copper  (Cu  0)  in  small  delicate 
folia,  occurring  nt  Vesuvius,  possesses,  according  to  Maskelync  (Rep.  Brit.  Assoc.,  1865,  33), 
double  refraction,  and  moreover  is  optically  biaxial.  This  author  also  states  that  there  are  two 
equal  cleavages  inclined  to  one  another  72^.  As  the  names  tenorite  and  melaconite  were  given 
the  same  year,  and  tenorite  was  made  non-isoni?tr:c  (hexagonal)  by  its  describer,  it  appears  to  be 
right  that  tenorite  should  be  sustained  for  the  above  mineral,  and  melaconite  be  left  for  the  isome- 
tric kiud.  if  any  such  proves  to  be  a  native  species.  That  there  is  an  isometric  form  of  this  Cu  0 
has  been  announced  by  Becquerel,  as  stated  on  p.  137.  Tenorite  may  have  the  form  and  dimen- 
sions found  by  Jenzsch  in  crystals  of  Cu  0  from  the  hearth  of  a  furnace  (1.  c),  or  those  approxi- 
mately of  brookite;  and  this  would  place  it  near  hrookite  in  the  system,  under  the  chemical  Ibr- 
mula  iru.  0-.  (analogous  to  that  of  brookite).  Having  this  place  in  the  arrangement  it  would  be 
numbered  198B. 

Melaconite  crystals  from  Cornwall,  collected  by  Mr.  Tailing,  have  been  described  by  Maske- 
lyne.il.  c.)  as  monoclinic^  with  the  planes  0,  i-i,  I,  1,-1,  6-i,  6-6,  and  0  .^  i-i=SO'  28'.  No 
measured  angles  are  given,  but  only  the  deduced  dimensions.  They  have  basal  cleavage  easy. 
The  crystals  are  often  twins,  and  the  composition-face  in  some  of  them  is  i-i.  H.  a  littie  above 
4  ;  G.  =  5'82527.    Church  has  ascertained  that  the  crystals  are  essentially  pure  Cu  0. 

It  would  appear,  according  to  these  observations,  that  this  oxyd  of  copper  is  trimorphous  ;  and 
there  exists  a  doubt  whether  tenorite  may  not  have  this  oblique  form. 

Teteadymite  (31,  p.  30).  P.  A.  Genth  has  analyzed  tetradymite  from  Highland,  Montana  Ter- 
ritory, and  from  the  Phoenix  mine,  Cabarras  Co.,  N.  C,  as  follows  (Am.  J.  Sci.,  11.  xlv.  317): 

Te         Bi  S         S'e        Cu  Quartz. 

1.  Montana  47-60       50-43    0  90    0  78  =  100-01. 

2.  Phoenix  mine         36-28       57-70       5*01  Fe  0  54       0-41   =99-94. 

No.  1  gives  the  ratio  of  Bi  and  Te  2  :  3,  like  the  tetradymite  from  Fluvanna  Co.,  Va.,  and 
Field's  mine,  Ga.  No.  2  contains  a  small  amount  of  pyrite,  leaving  4-40  p.  c.  sulphur  combined 
with  the  bismuth,  and  giving  the  ratio  of  S,  Te,  Bi=l  :  2  03  :  2=Bi^  S'+2  Bi^  Tel 

Tetrahedeite  (125,  p.  100).    The  following  are  new  analyses  : 

1.  Mineral  from  the  Goodwin  mine  near  Prescott,  Arizona,  by  F.  A.  Genth  (Am.  J.  Sci.,II.  xlv 
3-2n). 

2.  An  argentiferous  variety  (freibergite)  from  the  Foxdale  mine,  Isle  of  Man,  by  D.  Forbe3 
(Phil.  Mag..  IV.  xxxiv.  350),  who  calls  it  polyteliie,  though  not  the  true  polytelite  of  Glocker  (p. 
104),  by  whom  this  name  was  introduced ;  G.=4-97.  Forbes  mentions  a  sitoilar  variety  from  the 
Tyddynglwadis  mine  in  N.  Wales. 

3.  Freibergite  from  the  De  Soto  mine,  Star  City,  Nevada,  by  B.  S.  Burton  (Am.  J.  Sou,  II.  sir 
320):  G.=5. 
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S        Sb  As  Cu  Fe  Zn  Ag  Pb 

1.  Arizona          26*97  24-67  tr.  38-16  1-05  6-23  3-21   =100-29  Genth. 

2.  Isle  of  Man      27-48  24-85  —  22-t)2  4-80  4  65  13-57  1-43,  quartz  0-a4=99-74  Forbea 

3.  Nevada           24-35  27-35  —  27-40  4*27  2  31  14  59   ,  iusoL  0-35  =  100  62  Burton, 

From-  No.  1,  4-22  p.  c.  of  quartz  have  been  deducted. 

TiEMANNiPE  (65,  p.  50).  Analysis  of  this  species  from  Charlotte  mine,  at  Clausthal  in  the 
Harz,  gave  T.  Petersen  (Jahresb.  1866,  919),  after  excluding  oxjd  of  iron  and  gangue,  Se  •Z4-88, 
!5  0-20,  Hg  75-15,  Pb  0-12=100  35.    G.  =  715. 

TiTANiTE  (329,  p.  383).  Hessenberg,  in  No.  8  of  his  Min.  Not.  (1868),  describes  and  figures 
crystals  of  sphene  from  Zillerthal,  Greiseralp,  St.  Marcel  (greenovite),  Santorin. 

in  the  lettering  on  the  figures,  pp.  383,  o84,  and  in  the  accompanying  text,  the  minus  symbols 
should  properly  (according  to  the  principle  on  p.  xxvii)  \)Q  plus,  and  the  reverse. 

Trichite,  Beloxite.  The  name  Trichiie  (from  doi^,  hair)  is  applied  by  Zirkel  (ZS.  G.,  xix.  744, 
186  ( )  to  microscopic  capillary  forms,  often  curved,  bent,  or  zigzag,  sometimes  stehately  aggregated, 
opaque  and  hlaok  or  reddish-brown,  of  undetermined  nature,  which  he  detected  in  some  kinds  of 
glassy  or  semi-glassy  volcanic  roclis ;  and  Beloidle  (ib.,  738)  to  microscopic  acicuLar  crystals  (whence 
the  name,  from  peXoi  r],  a  needle),  colorless  and  transparent.  The  trichite,  he  stales,  is  not  pyrox- 
ene or  hornblende ;  the  belouite  may  be  a  feldspar. 

Tridymite  Vom  Rath,  Vorgetr.  Ch.  Ges.  Bonn,  March  7,  1866,  pub.  in  1868  (copy  rec'd  from  v. 
R.,  May  8,  186S).  (231  A.)  Besides  the  two  weU-known  forms  of  sihca,  quartz  and  opal,  and  the 
two  problematical  forms  described  by  Jenzsch  (pp.  2ul,  and  belowj,  another  is  announced  by  v. 
Rath  under  the  above  name. 

Tridymite  occurs  in  smaU  hexagonal  tables,  colorless  and  transparent,  which  are  usually  com- 
pound, and  mostly  of  three  individuals.  It  has  G.  =  2-2  — 2-3,  or  tne  low  specific  gravity  of  opal, 
instead  of  that  of  ordinary  quartz.  Vom  Path  alludes  to  the  possibility  of  its  being  a  pseudo- 
morph  of  some  unknown  mineral,  but  observes  that  it  has  the  double  refraction  of  a  substance 
optically  uniaxial.  It  occurs  in  druses  in  a  volcanic  porphyry,  from  Cerro  St  Cristoval,  near 
Pachucha,  Mexico,  along  with  crystals  of  hematite  and  needles  of  a  gold-lustred  hornblende. 
Named  in  allusion  to  its  compound  forms  of  three  individuals,  or  trins,  from  rjifiu/^us. 

Uranophaxe  Welslcy,  ZS.  G.,  v.  427,  1853,  xL  384.  (376B?)  Orthorhombic,  /A  7=146"  from 
iA2:-i=iu7  ;  a  macrodome  of  about  90°.  Crystals  microscopic  acicular  six-sided  prisms  in 
druses,  containing  also  sometimes  crystals  of  torbernite.  Color  of  isolated  crystals  honey-yeUow, 
of  masses  leek-green,  sometimes  blackish-green  from  mixture  with  uraninite.  Optically  ortho- 
rhombic,  il.  below  3.  G.  =  2-6  — 2-8;  2-78  of  a  specimen  not  wholly  pure.  Lustre  of  face  i-t 
pearly,  elsewhere  vitreous. 

Analyses  by  Grundmami  (ZS.  G.,  xi.  390)  : 

Si     ^1      ©     Mg    Ca    K     1p      fi     Bi      Sb    Te    Fe    Pb    Cu    Ag  S 

1.  15-81  5-t)5  49-84  1-35  4  69  1*71  0-12  14-11  1-73  1-46  0-43  0-57  0-29  0-21  O'll  1-66  = 

99-74. 

2.  11-19  2-80  54-23  1'19  3-58  0-80  0*05  12-19  1-77  r86  0*22  0-89  0-38  5-24    ?     3-96  = 

-  100-34. 

Separating  the  sulphids  as  impurities  from  No.  1,  "Websky  deduces  the  0.  ratio  for  R,  R,  Si, 
H=l  :  5  :  4  :  6,  making  it  hence,  if  the  water  be  taken  as  accessory,  a  f-subsUicate  ;  whence  the 
formula  (^  + f  R)  Si  +  3  H.  The  specimen  for  the  second  analysis  contained  some  uraninite. 
Found  in  granite,  at  Kupferberg  in  Silesia. 

Valaitb.  Valait  W.  Eelmhacker,  Jahrb.  G.  Reichs,  xvii.  210,  1867.  CrystalHzed.  Partly  in 
small  hexagonal  tables,  but  forms  not  distinct.  Also  massive.  H.  below  1-5.  Lustre  shining. 
Color  pitch-black.  Streak  black.  Odor  aromatic  when  rubbed  between  the  fingers.  Fracture 
uneven. 

Belongs  among  the  resins,  but  composition  undetermined.  B.B.  swells  to  more  than  10  times 
its  former  bulk,  and  becomes  a  light,  porous  mass,  which  in  a  higher  heat  is  reduced  to  a  grayish 
ash. 

Occurs  in  thin  crusts  on  dolomite  and  calcite,  or  in  druses  of  small  crystals,  in  the  Rossitz-Osla- 
waner  Coal  formation,  Moravia.  It  is  associated  with  hatchettite,  and  the  same  bed  afi'ords  soma 
mmeral  oiL 
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Vestan  Jenzsch,  Pogg.,  cv.  320,  1858.  Quartz  under  a  triclinic  form,  according  to  Jenzsch's 
observations.  The  angles  are  stated  to  be  only  approximative.  Two  of  them.  95^°  and  138",  are 
very  near  i?  A  R  and  Rh-R  in  ordinary  quartz;  Gr.  =  2  65  — 2-66,  as  in  quartz.  The  observa- 
tions need  confirmation.  The  crystals  here  referred  occur  mostly  in  mela]3hyre,  and  the  localities 
mentioned  are  mainly  in  Saxony  and  the  Thuriuger  Wald. 

YOLGERITE  (229,  p.  IBS).  The  name  VoJgerite  was  given  by  the  author  (Min.,  142,  1854)  to 
Volger's  mineral,  for  which  Volger  wrote  the  formula  adopted  as  that  of  the  species  on  p.  188 
The  African  mineral  analyzed  by  Curaenge,  which  is  refen  ed  on  the  same  page  to  Volgerite, 
although  of  somewhat  doubtful  composition,  is  the  Cumengite  of  Kenngott  (Min.,  29,  1853), 

Wasite  J.  F.  Bahr,  Pogg.,  cxix.  572,  1863.  A  mineral  resembling  allanite,  of  a  brownish-black 
color,  but  yellowish-brown  in  thin  splinters  and  powder,  with  traces  of  cleavage  in  one  direction. 
According  to  a  qualitative  examination  by  Bahr,  it  contains  silica,  alumina,  yttria.  sesquioxyd  of 
iron,  cerium,  didymium,  calcium,  manganese,  lime,  alkali,  a  trace  of  uranium,  without  glucina, 
together  with  the  oxyd  of  a  new  metal  he  named  wasium  (after  the  royal  family  of  Wasa,  Sweden). 
In  a  later  paper  (Ann.  Ch.  Pharm.,  cxxxii.  127),  Bahr  makes  this  oxyd  thoria.  Nickles  had  sug- 
gested previously  that  it  might  be  impure  cerium. 

From  Ronsholm,  an  island  near  Stockholm.    The  relations  of  the  mineral  remain  doubtful. 

"Werxerite  (299,  p.  320).  The  pink  scapolite  of  Bolton,  Mass.,  yielded  T.  Petersen  (Jahresb. 
186(5.  928,  1868)  gi  48-34,  ^1  2«-09,  Ca  15*40,  Na,  with  a  little  K  [6-55],  H  0-62=  100.  G.= 
2'7 1 9.    The  analysis  agrees  very  closely  with  that  by  "Wolff  (p.  320). 

Wohlerite  (265,  p.  261).  According  to  new  optical  investigations  by  Descloizeaux  (L'Institut, 
1868,  ;^5),  wohlerite  crystals  are  monoclinic  instead  of  orthorhombic. 

ZoisiTE  (280,  p.  290).  Damour  (C.R.,  Ixiii.  1038)  found  on  analysis  of  an  ancient  stone  implement 
from  Xeuchatel  a  composition  corresponding  to  that  of  saussurite,  Si  50*69,  ^\  25'65,  iPe  2-50,  Mg 
5-76,  Ca  10  61,  Na  4*64,  ign.  0-30  =  100-15.    G.  =  3-20— 3-43. 

A  zoisite  from  Piuzgau  has  part  of  the  alumina  replaced  by  oxyd  of  chrome,  according  to  F. 
Sandberger  (Jahrb.  Min.  1867,  834).  A  chrome  zoisite  has  also  been  mentioned  by  Breithaupt  as 
occurring  in  Salzburg. 
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Acadialite,  434. 
Acanthite,  .ol. 
Acerdese,  171. 
Achates,  194. 
Achirite.  401. 
Achmatite,  281. 
Achmit.  224. 
Achroite,  365. 
Aolitaragdite,  478. 
Acicular  Bismuth,  100. 
Acioulite.  100. 
Acmite.  224. 
Actinolite,  Actinote,  232. 
Adamantine  spar,  138. 
Adamas,  21,  188. 
Adamine,  Adamite,  565. 
Adamsite,  309. 
AdelphoUte.  525  ;  275. 
Adiiiole,  K49. 
Adularia,  :-i52. 
^delfcrsite.  212,  400. 
^Edelito.  4 1 0. 
^giriue.  .Egyrite,  223. 
yEuigmatite,  285. 
^rosite.  94. 
Aes  crprium,  14. 
^Eschynite,  522,  793. 
Aftonite.  104. 

Agalraatolite,  480 ;  452, 454, 483. 

Agaphite,  580. 

Agaric  mineral,  680. 

Agate,  194. 

Agnesite,  793. 

Agustite,  530. 

Aio-ue-marine,  245. 

Aikinite,  100. 

Ainalite,  159. 

Akanthit,  51. 

Akaatieone,  281. 

Akmit.  224. 

Akoutit.  78. 

Alabandin,  Alabandite,  46. 
Alabaster,  637. 
Alalite,  214. 
Alaun.  651. 
Alaunstein,  658,  659. 
Albertite,  753. 
Albin,  415. 
Albite,  348 ;  324 


Alexandrite,  155. 
Algerite,  323. 
Algodonite.  37. 
Ahpite.  404. 
Alisonite,  84. 
Alizite,  V.  Alipite,  404. 
Allagite,  227. 
AUanite.  285. 
Allemontite,  18. 
Allochroito,  263. 
Alloc]  a  site,  Si. 
Allogonite.  546. 
Allomorphite,  616. 
AHopaUadiura,  12. 
Allopliaue,  419. 
Alluaudite,  542. 
Almandiu.  Airaandite,  267. 
Alstoiiite.  69S. 
AJtaite,  44.  793. 
Alum.  Xative,  6ol.  652. 

Ammonia.  651. 

Feather,  654. 

Iron,  654. 

Magnesia,  ATanganese,  So- 
da, 653. 
Alumian,  631. 
AlumLua.  137. 

Fluate,  126. 

Fluosilicate.  376. 

Hydrate.  16'>!. 

Hydro-Sulphate,  658. 

Mellate,  750. 

Phosphates.  575.  587. 

Sulphate,  631,  649,  658, 
662. 

Alumina  and  Lime  Phosphate, 
5S7. 
Carbonate,  709. 
Alumine  fluatee  alcaline,  126. 
phosphatee.  575,  587. 
sulfatee,    631,    649,  658, 
662. 

Alimiinilite.  653. 
Aluminite.  658. 
Aluminum.  Fluorid,  126. 
Alumocalcite,  199. 
Alumstone,  658. 
Alun,  651. 
Alunite.  658. 
Alunogen.  649. 
Alurgite,  764. 


Alvite,  511. 
Amalgam,  Xative,  13. 

Gold.  14. 
Amausite,  351. 
Amazonstone,  355. 
Amber,  740. 
Amblygonite,  545. 
Ambrite,  741. 
Ametliyst.  193, 

Oriental,  138. 
Amiant,  234,  465. 
Amianthoide,  234. 
Amianthoide  magnesite,  175. 
Amianthus,  234,  465. 
Ammiolite,  547. 
Ammoualun.  651. 
Ammonia  alum,  651. 
Ammonia,  Bicarbonate,  705. 

Muriate,  114. 

Phosphate.  551. 

Sulphate.  635, 
Ammonia  and  Soda,  Phosphate 

551. 
Amoibite,  72. 
Ampliibole,  232,  793. 
Amphibolite,  235,  343. 
Amphigene,  334. 
Amphigenyte,  335. 
AmphUogite,  311. 
Amphithalite,  587. 
Amphodehte.  337. 
Anageuite,  v.  Chrome  ochre. 
Anaicite,  Analcime,  432. 
Analcime  carnea,  317. 
Analzim,  432. 
Anatase.  161. 
Anauxite,  458. 
Andalusite.  371,  794. 
Andesine,  Andesite,  344. 
Andesvte,  345. 
Andradite,  263. 
Andreasbergohte,  439. 
Andreolite,  439. 
Angiarite,  556. 
Anglesite,  n22. 
Auglesite,  Cupreous,  663. 
Anliydrite,  621. 
Ankerite,  685. 
Annabcrgite,  560. 
Annite.  308. 
Amiivite,  103. 
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Anorthite,  337,  794. 
Antholite,  2;s4  ;  230,  231. 
Anthophyllite,  231 ;  208. 

Hydrous,  242. 
Antliosiderite,  407. 
Anthracite.  754. 
Anlhracouite,  677. 
Anthrac(>xen,  745,  746. 
Anthracoxenite,  746. 
Authrax,  138,  147. 
Aiitiedrite,  417. 
Antigorite,  465, 
Antimoine  natif,  18. 

oxide,  184. 

oxide  sulfure,  186. 

sulfure,  29. 

sulfure  aickelifere,  73. 
sulfure  plombo-cuprifere, 
96. 

Antimou,  Gediegen,  18. 
Antiaion-arseu,  18. 
Antimouate  of  Lead,  591. 
Antia.onbleispath,  591. 
Antimonblende,  186. 
An  tiraonbl  lithe,  184. 
Antimonfalilerz,  100. 
Antiraouglanz,  90. 
Antimonite  of  quicksilver,  547. 
Autimoni^  arsenic,  18. 

copper,  85. 

copper  glance,  96. 

nickel,  61. 

ochre,  187,  188. 

silver,  35. 
Antimonite,  29. 
Antimonkupferglanz,  96. 
Antimonnickel,  61. 
Antimonnickelglanz,  73. 
Antimonocher,  1 S  7. 
AntimonophyUite,  185. 
Antimonoxyd,  184. 
Antimonsaures  bleioxyd,  591. 
Antimonsilber,  35. 
Antiinonsilberblende,  94. 
Antimony,  Native,  18. 

Arsenical,  18. 

Gray,  29;  90. 

Oxyd,  184. 

Plumose  ore  of,  91. 

Red,  18o. 

Sulphid,  Sulphuret,  29. 

White,  184. 
Antimony  blende,  184. 

bloom,  184. 

glance,  29. 

ochre,  187,  188. 
Antozonite,  124. 
Autrimolite,  430. 
Apatehte,  657. 
Apatite,  530. 

Aphanese,  Aphanesite,  570. 
Aphanyte,  240. 
Apherese,  563. 
Aphrite,  Aphrizite,  365,  678. 
Aphrodite,  457. 


Aphroselenon,  640. 
Aphrosiderite,  502. 
Aphthalose,  Aphtliitalite,  615. 
Aphthonite,  104. 
Apjohuite,  653. 
Aplome,  268. 
ApophyUite,  415. 
Apyrite,  365. 
Aquamarine,  245 :  530. 
Arasoxene,  609. 
Aragonite,  694. 
Aragonspath,  694. 
Arcanite,  615. 
Arcticite,  319. 
Arendalite,  281. 
Arfvedsonite,  243. 
Argent  antimonial,  35. 

antimonie  sulfure,  94  ;  93. 

bromure,  115. 

corne,  115. 

fragile,  106. 

gris  antimonial,  93. 

iodure,  1 1 7. 

molybdique,  32. 

muriate,  115. 

natif,  9. 

noir,  106. 

seleniure,  39. 

sulfure,  38. 

sulfure  flexible,  55. 

sulfure  fragile,  106. 

sulfure  antimonifere  et  cu- 
prifere,  93. 
Argentine,  678. 
Argentite,  38. 
Argentopyrite,  39. 
Argillyte,  359. 
Argyrit,  38. 
Argyroceratite,  115. 
Argyrose,  38. 
Argyrythrose,  94. 
Aricite,  418. 
Arkansite,  164. 
Arksutite,  128. 
Armenian  whetstone,  138. 
Arquerite,  14. 
Arragonite,  694. 
Arsenate  of  lime,  554. 
Arseneisen,  76,  77. 
Arseneisensinter,  589. 
Arsenglauz,  18. 
Arsenic,  Antimonial,  18. 

Native,  17. 

jauue,  27. 

oxyde,  183. 

rouge,  26. 

sulfure,  27. 

Sulphid,  26,  27. 

White,  183. 
Arsenical  antimony,  18. 

bismuth.  18. 
Arsenicite,  554. 
Arsenigesiiure,  183. 
Arsenikalkies,  76. 
Arsenikautimon,  18. 


Arsenikbleispath,  v.  Mimetite 
Arsenikbllithe,  183,  554. 
Arsenikeisen,  76. 
Arsenikalfahlerz,  104. 
Arsenikglanz,  18. 
Arsenikkalk,  183. 
Arsenikkies,  76,  78. 
Arsenikkobaltkies,  71. 
Arseuikkupfer,  36. 
Arsenikmangan,  61. 
Arseniknickel,  60,  70. 
Arsennickelglanz,  7  2. 
Arseniksaures,  564. 
Arseniksilber,  35. 
Arseniksilberblende,  96. 
Arsenik-sinter,  574. 
Arsenikspiessglanz,  18. 
Arsenikwismuth,  18,  391. 
Arseniosiderite,  584. 
Arsenite,  183. 
Arsenocrocite,  584. 
Arsenomelan,  87,  92. 
Arsenolite,  183. 
Arsenopyrite,  78,  394. 
Arsenosiderite,  76. 
Arsenous  acid,  183. 
Asbeferrite,  234. 
Asbestus,  234;  216. 

Blue,  243. 
Asbolan,  Asbolite,  181. 
Asparagus-stone,  530. 
Aspasiolite,  485 ;  3ul. 
Asperohte,  402. 
Asphaltene,  729,  751. 
Asphaltum,  751. 
Aspidehte,  383. 
Asteria,  138. 
Astrakanite,  643. 
Astrophyllite,  308. 
Atacamite,  121,  794. 
Atelesite,  392. 
Atlaserz,  713. 
Atlasite,  716. 
Atheriastite,  323. 
Atramenstein,  645. 
Atramentum,  645. 
Attacohte,  580. 
Auerbachite,  275. 
Augerlite,  580. 
Augite,  216. 
Auiua,  332. 
Auralit,  485. 
Aurichalcite,  712. 
Auriferous  pyrites,  6. 
Auripigmentum,  27. 
Aurotellurite,  81. 
Aurum  graphicum,  81. 

paradoxum,  19. 
Automolite,  149. 
Autunite,  586. 
Aventurine,  quartz,  193. 

feldspar,  335,  346,  355. 
Axinite,  297. 
Azorite,  761. 

Azure  spar,  or  stone,  572. 
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Az'.mtQ,  715;  572. 

Bubingtonite,  227,  794. 
Bagraiicuite,  285. 
Baierine,  515. 
Baikalite,  215. 
Baikerinite.  747. 
Baikerite,  733. 
Bellas  ruby,  147. 
Ballesterosite,  G3. 
B:iitimorite,  503  ;  465. 
Bamlite,  373. 
Bardiglione,  621. 
Biirllla  de  cobre,  15. 
Baruhardtite,  67,  794. 
Baralite,  v.  Bavalite. 
Barite,  616. 
Barolite,  697. 
Baroselenice,  616. 
Barrandite,  574  ;  584. 
Barsowite,  340. 
Barytocolestin,  616. 
Baiystrontianite,  699. 
Barjta,  Carbonate,  697. 

Carb.  of  lime  and,  6 98. 

Sulphate,  616. 

Sulphato-carb.,  698. 
Baryt,  Barytes.  616. 
Baiytite,  Barytine,  616, 
Baryt -Harmotome,  439. 
Barytocalcite,  701 ;  698. 
Barytocelestite,  620;  617. 
Barytophyllit,  504. 
Basalt,  343. 
Basaltine,  216. 
Basanite,  195. 
Basauomelan,  143. 
Basieerine,  126. 
Bastite,  469 ;  209. 
Bastouite,  308. 
Batlwillite,  742. 
Batrachite,  255. 
Baudisserite,  686. 
Baulite,  359. 
Bauxite,  174. 
Bavalite,  796. 
BaylJoaite,  565. 
Beaumontite,  444. 
Beauxite,  174. 
BechUite,  597. 
Beckite,  196. 
Beilstein,  233. 
Beinbrech,  v.  Tufa. 
Bell-metal  ore,  68. 
Belonit,  lUO.  805. 
Benzole,  737. 
Beraunite,  55S. 
Berengelite,  7o3. 
Berg-butter,  655. 
Berg-crystal,  v.  Quartz. 
Bergholz,  406. 
Bergmannite,  426. 
Bergmehl,  680. 
BerffmUcb.  680. 
Bergol,  723. 


Bergpech,  741,  751. 
Berggriin,  713. 
Bergsalz,  112. 
Bergseife,  476. 
Bergtheer,  751. 
Berlinite,  571. 
Bernstein.  740,  741. 
Beryl,  245,  794. 
Berthieriue,  511. 
Berthierite,  86. 
Berzelianite,  46,  795. 
Berzeliite,  544. 
Berzeline,  46 ;  362. 
Berzelite.  12(). 
Beudantite,  589. 
Beurre  de  Montague,  655. 
Beustite,  281. 
Bieberite,  647. 
Biharite,  483. 
Bddstein,  480. 
Bimsstein,  v.  Pumice,  359. 
Biudlieimite,  591. 
Binnite,  90  ;  87. 
Biotine,  337. 
Biotite,  304. 
Bismite,  185. 
Bismuth,  19. 

Acicular,  100. 

Carbonate,  716. 

Cupreous,  86,  98,  100. 

Native,  19. 

Oxyd,  185. 

Sihcate,  391. 

sulfure  plombo-argentifere, 
36. 

sulfure  plombo-cuprifere, 
lOo. 

Sulphuret.  30. 

Telluric,  30,  31. 
Bismuth-glance,  30. 

blende.  391. 

nickel,  47. 

o^-hre,  185. 

silver,  36. 
Bismuthaurite,  795. 
Bismutliine,  3(t. 
Bismuthinite.  30. 
Bismutholaraprite.  30. 
Bistnutite,  716. 
Biiterkalk,  6>2. 
Bittersalz,  644. 
Bitter  spar,  682. 
Bitterspatli,  682. 
Bitterstein,  290. 
Bitume  liquide,  723. 

glutineux,  728. 
Bitumen.  751. 

Elastic,  734. 
Bituminoses  holz,  755. 
Bituminous  coal,  754. 
Black  copper,  136;  181. 

hematite,  ISO. 

manganese,  162. 

silver,  106. 

lead,  24. 


Blackjack,  48, 
Blakeite,  652. 
BUiitererz,  82. 
Bliiiterkies.  v.  M  .rcasite. 
Bliiiterlellur,  82. 
BlaUerzeolith,  444. 
Blaubleierz,  40. 
Blaueisenerz,  556. 
B'aueisenstein,  243. 
Blauspath,  572. 
Blei-aluininat,  577. 
Blei,  Gediegeu.  1  7. 
Bleichromal.  629. 
Bleifalilerz,  v.  Bournonite, 
Bleigeib,  ),'.  "Wulfenite. 
Bleiglaiiz,  40. 
Bleiglas,  622. 
Bleiglaite,  136. 
Bleigumtni,  577. 
Bleilasur,  663. 
Bleihornerz,  703. 
Bleimolybdat,  607. 
Bleiiiiere,  591. 
Bleinierite,  591. 
Bieioxyd,  136. 
Bleischeelat,  606. 
Bleiscliimmer,  91. 
Bleisulpliotricarbonat,  624. 
Bleischweif,  40. 
Bleivitriol,  622. 
Blende,  48. 
Blodite,  643. 
Bloodstone,  194. 
Blue  asbestus.  243. 

feldspar,  572. 

iron  earth,  556. 

john,  123. 

malachite,  715. 

spar,  572. 

vitriol.  648. 
Blumenbachite,  46. 
Blumite,  604. 
Bluistein,  140. 
Bobierrite,  795. 
Bodenite,  289. 
Bohnerz,  172. 
Bog  butter,  747. 
Bog-iron  ore,  172,  178. 

manganese,  181. 
Bole.  Bolus,  476. 
Bolivianiie,  109. 
Bologuian  spar,  616. 
Bolopherit,  215. 
Boltonite.  255. 
Bonsdorffite,  485  ;  301. 
Boracic  acid.  594. 
Boracite.  595. 
Borax,  597. 
Borazit,  595. 
Bordite,  398. 
Borickite.  588. 
Boric  acid,  594. 
Bornine,  30. 
Bornite,  44. 

Bornstein,  v.  Berustein. 


810 


GENERAL  LN'EEX. 


Borocalcite.  599, 
Ijoroiiatrucalcit,  598. 
linrosilicate  of  lime,  380. 
liosjeuianite,  654. 
lioiallackite.  1->1. 
Bull'} o^i-eii,  057. 
Loinulite,  380. 
Buirvi.  G57. 
Ijoulaiijjente,  99,  795. 
lioui  bou  ite,  800. 
lionnioiiite,  96  ;  373. 
l^ouinonit-nickelglaiiz,  74. 
l>ou>siiigaultite,  t)35. 
lioweiiile,  465. 
Bi  agite,  525 ;  276. 
Eraijcliite,  736. 
Eraiiderz,  v.  Idrialite. 
Braiidisite,  508. 
Brauiibleietz,  535;  610. 
Brauubleioxyd.  167. 
Biauiieiseusteiii,  172. 
Brauuite.  163. 
Erauukohle,  755. 
Bi-auiispath,  682. 
Brauiistein,  162. 

Pieraontischer,  285. 

Grauer,  165. 

Scliwarzer,  162. 
Brauiisteiukies,  46. 
Brauiisteiiikiesel,  268. 
Bredbergite,  270. 
Breislakite,  216. 
.Breithauptite,  61 ;  83. 
]>reuiiiierite,  686. 
Brevicite,  426. 
Brewslerite,  445. 
Biewstoline,  761. 
Brewslerliriile,  761. 
Brittle  silver  ore,  106. 
Brocatello,  678. 
Brocliautite,  664,  795. 
Bromarg\-riie,  116. 
Bromic  silver,  116. 
Bromite,  116. 
liroralite,  698. 
Brorasilber,  116. 
Bromvrite,  116. 
Brogniardite,  90. 
Broirniartin,  627. 
Broiignartine,  664. 
Broijzite,  208;  215,  508. 
Brookite,  164. 
Biosite,  Brossite,  682. 
Browti  coal,  755. 

iron  ore,  169. 

hematiie,  169. 

ochre,  169. 

spar,  682  ;  685,  686. 
Briicknerellite,  748. 
Brucite,  175;  363. 
]>rushite,  552. 
Bucaramangite,  741. 
Buciiolzite,  373. 
Bucklandito,  285. 
BuhrsLone,  196. 


Bunseuite,  134. 
Buutbleierz,  535. 
Bunikupfererz,  44. 
Buratite,  712. 
Buslaraite,  225. 
Butterinilcherz,  115. 
Batyrellite,  747. 
Butyrite,  747. 
Bysso  ite,  234. 
Bytownite,  340. 

Cabocie,  see  Hydr.  Phosphate 
of  Alumina  and  Lime,  587. 
Cabrerite,  561. 
Cacholong.  199. 
Cacoxeiiite,  Cacoxene,  584. 
Cadmia,  407. 

Cadmium,  Sulphuret  of,  59. 
Cadmium-blende,  59. 
Cairngorm  stone,  193. 
Calaite.  580. 

Calamine,  4u7  ;  692,  711. 

Electric,  4(j7. 

Green,  712. 
Calamite,  233. 
Calaverite,  795. 
Calcareobarite,  617. 
Calcareous  spar,  670. 

tufa,  680. 
Calcedoine,  194. 
Calcimangite,  678. 
Calciuitre,  593. 
Calciocelestite,  620. 
Calcioferrite,  578. 
Calcite,  670,  795. 
Calc-sinier,  680. 
Calcourauiie,  586. 
Calderite,  269. 
Caledonite,  625. 
Calk.  616. 
Callaiuite.  572. 
Callais,580. 
Calomel,  111. 
Calstronbarite,  616. 
Calyptolite,  273. 
Campylite,  537. 
Canaanite.  220.  322,  803. 
Cancriiiite,  329. 
Candite,  147. 
Canehlstein,  266. 
Cannel  Coal,  7o5. 
Cantonite,  83,  84. 
Caoutchouc,  Mineral,  34. 
Capillary  pyrites,  56. 
Capillose,  56. 
Capniie,  692. 
Caporc'anite,  399. 
Carbocerine,  709. 
Carbonado,  22. 
Carbon  diamantaire,  22. 
Carbunculus,  138,  147,  265. 
Carchedonius,  265. 
Carinthine,  235. 
Carmenite,  52. 
Carminite,  545. 


Carminspath.  545. 

Carnallite,  118. 

Carnat,  474. 

Carnatite,  344. 

Carnelian,  194. 

Carolathine,  420. 

Carpholite,  419. 

Carpliosiderite,  661. 

Carphostilbite,  424. 

Carrara  Marble,  680. 

CarroUite,  69. 

Cassinite,  856. 

Cassiterite,  157.  796. 

Cassiterotantalite,  514. 

Castelnaudite,  528. 

Castellite,  386. 

Castillite,  46. 

Castor,  229. 

Catapleiite,  401. 

Cataspilite,  483:  301. 

Catiliuite,  796. 

Cat's-eye,  193 ;  640. 

Cavolinite,  327. 

Cawk,  616. 

Celadonite,  463. 

Celestite,  Celestiue,  619;  677. 

Celestobarite,  617. 

Centrallassite,  796. 

Cerargyrite,  114. 

Cerasine,  Cerasite,  120,  703. 

Cerine,  285. 

Cerinite,  445,  796. 

Ceriustein,  413. 

Cerite,  413. 

Cerium,  Carbonate,  709. 

Fluorid,  126. 

Silicate,  413. 
Cerolite,  470. 

Ceroxydulkohlensaures,  709. 
Cerussite,  Ceruse,  700. 
Cervantite,  187. 
Ceylanite,  Ceylonite,  147. 
Chabazite,  Chabasie.  434. 
Chalcanthite,  648  ;  646. 
Chalcauthum,  645. 
Chalcedony,  194. 
Chalchihuitl.  293. 
Chalcitec,  645. 
Chalcocite,  52. 
Chalcodite,  460. 
Chalcolite,  5S5;  586. 
Chalcophacite,  567. 
Chalcophyllite,  571. 
Chalcopyrite,  65. 
Chalco.sine,  52. 
Chaloostibite,  85. 
Chalcotrichite,  133. 
Chalilite,  424. 
Chalk,  679. 
Chalkosiderit,  583. 
Chalkosin,  52. 
Cbalybite,  688. 
Chamasite,  16. 
Chamoisite,  51 1. 
ChanarciUite,  36. 
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Chathamite,  70. 
Cliaux  arseniati'-e,  544. 

boratee  siliceuse,  380. 

carbonatt-e,  670,  682. 

fluat-e,  12.S. 

phosphatt^e,  530. 

sullatee  621  ;  637. 
Chelmsfordite.  319. 
Clienerixite,  58:-i. 
Cheuocoprolite,  798. 
Cherokine,  535. 
Chert,  195. 
Cbesterlite,  352. 
Chesisy  copper,  715. 
Cbess3-lite,  715, 
Chiastolite,  371. 
Childrenite.  579. 
Chileite.  612;  .69. 
Ciiileaite.  36. 
Cliiltouite,  v.  Prebnite. 
Cbimborazite,  69-4. 
Chiolite.  128. 
Chiviatite,  86. 
Cliladnite.  2 OS. 
Cbloantbite.  70. 
Cblor-apatite.  531. 
Clilorastrolite,  412. 
Chlorite.  4i^t7. 

fermgineuse,  497. 
Chloriioin.  504. 
Chloritspatli,  5()4. 
Chlorkalium,  111. 
Chlormerkur,  111. 
Cbloromelan,  503. 
Chloropal.  461. 
I  blorophseite,  510. 
Chlorophane.  123. 
Cblorophanerit.  462. 
Chlorophyllite,  301,  485. 
Chlorospinel.  147. 
Chlorqiiecksilber,  111. 
Chlorsilber,  115. 
Chlorspatb,  120. 
Chodneffite,  128. 
ChoDdrarsenite,  562. 
Chondrodite.  363. 
Chonicrite.  4'J4. 
Chrismatine,  Chrismatite,  728. 
Christiauite,  337,  438. 
Christopbite,  48. 
Cbrombleispatb,  629. 
Cbromchlorit,  495. 
Cbromeisen  stein,  153. 
Chrome  ochre,  510. 
Chromg-limraer.  309. 
Chromic  iron,  153. 
Chromite.  153. 
Chromoferrite,  153. 
Chromphosphorkupferbleispath 

631. 
Cbryolith,  126. 
ChrVsobervl  155,  796. 
CbrysocoUa,  4(  i2  ;  597,  713. 
Chrysoliie,  256;  272,  367,  376, 
530,  795. 


Chrysobte,  Titaniferoiis,  255. 
White,  255. 
Iron,  2.) 8. 

Iron-maujjanese,  259. 
Chrysopbane,  508, 
Chrysoprase.  194,  246. 
Cbrysoprase  earth,  510. 
Chrysotile,  4t)5. 
Churchite,  555. 
Chusite,  258. 
Cimobte,  457. 
Cinnabar.  55. 
Cinnamon-stone,  266. 
Cipohno,  678. 
Cirrolite,  579. 
Claudetite,  796. 
Clausthahte,  42,  796. 
Clay.  473.  tic. 
Clayite,  108. 
Cleaveiandite,  348. 
Cleiophane,  48. 
Chngmanite.  506. 
Cbnivstoue,  359. 
Clinoclase,  Chnoclasite,  570. 
Clinocblore.  497 ;  504. 
Clinoedrit.  101. 
Clintoniie,  5 OS. 
Cluthalitel  433. 
Coal,  Mineral,  753. 

Boghead.  742,  755. 

Brown,  755. 

Cannel,  755. 
Cobalt,  Arsenate  of.  55S. 

Arsenical,  t.8,  70. 

Black,  181. 

Carbonate,  711. 

Earthy.  181. 

Glance.  71. 

Gray,  70. 

gris,  70. 

oclire,  553. 

oxide  noir,  181. 

Bed,  558. 

Sulphate,  647. 

Siilphuret,  47,  68. 

White,  70.  71. 
Cobalt  bloom,  558. 
Cobalt  glance.  7 1 . 
Cobaltine,  Cobaltite,  71. 
Cobalt-mica,  558. 
Cobalt  pyrites,  68. 
Cobalt  vitriol,  647. 
Coccinite,  117. 
Coccolite,  214. 
Coke,  754. 
Colestin,  619. 
Collyrite.  420  ;  476. 
Collyrium,  473. 
Colophonite,  268. 
Columbite.  515. 
Comptonite,  424. 
Conarite.  405. 
Condrodite,  363. 
Condurrite,  36,  797. 
Confoleusite,  459. 


Conichalcite,  565. 
Conite,  ()b2. 
Conneilite,  627. 
Cookeite,  489. 
Copal,  Fossil,  7:-. 9. 
Copaliue,  CopaUte,  739. 
Copiapite,  655 ;  656. 
Cupper,  14. 

Auiimonial,  85. 

Arsenate,  562,  564,  567. 

Arsenical,  36,  37, 

Black,  136. 

Blue,  65,  715. 

Carbonate,  713,  715. 

Chiorid,  121,  122. 

Chromate,  b30. 

Emerald,  401. 

Gray,  lul. 

Indigo,  S3. 

Muiiaie,  121. 

Oxy  chiorid,  121,  122. 

Oxyd,  133,  136. 

Pliuspliate,  563,  568. 

Purple,  44. 

I'vriLuus,  65. 

Red,  133. 

Seleuid,  46. 

iSiiicale,  401,  402. 

Sujpljale,  648. 

Suipiiutu-chlorid,  627. 

feulphuret,  52;  44,  65,  83. 

Vauauale,  611. 

Variegated,  44. 

Yitreuus,  52. 
Coppei-  and  lead,  Seleuid  oi,  4S 
Copper  trutli,  v.  Tyrohte. 
Copper  glai.ce,  52. 
Copper  gieeu,  402. 
Copper  mica,  57 1. 
Cupper  nickel,  60. 
Coppe"  ore.  136. 

Blue,  715. 

Emerald,  401. 

Greeu,  713. 

Ociabedral,  138. 

Velvet,  666. 

Yelio.w,  (d5. 
Copper  pyrites,  65. 
Copper-uranite,  585. 
Copper-vitriol,  648, 
Copperas,  645. 

Soda,  V.  Jarosite. 

Potasli.  V.  Jarosite. 

White,' 650. 

Yellow,  655. 
Copperasine,  66U. 
Coprolites,  534. 
Coquimbite,  650. 
Cora  cite,  154. 
Coral lineiz,  55. 
Cordieriie,  299. 
Corindon,  137. 
Cornaline,  194. 
Corneine,  240. 
Corneous  lead,  703. 
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Cornubianite,  v.  Felsite. 
(.orii'.vallite,  oG9. 
Coisiiyte,  2o5. 
Coruudelliie,  506. 
C'uruudopliiliie,  504. 
Corundum,  137. 
Coryiiite,  74. 
Cosaliie,  797. 
CoLtaite,  853. 
Cotuntiite,  117. 
Cou^e^auile,  326. 
Covelliue,  Covellite,  83. 
Craie  de  Biangou,  45. 
Creduente,  16(5. 
Crichtonite,  143. 
Crispile,  159. 
Cristianite.  337. 
Croealite.  42G. 
Crocidolite.  243. 
Crocoite,  Crocoisite,  628. 
Cronstedtite.  503. 
Crookesite.  40. 
Cross-Stone.  Crucite,  371. 
Cryolite,  126,  797. 
Cryophyllite.  316. 
Cryptolite,  529. 
Cryptoline,  Cryptolinite,  762. 
Cryptonaorphite,  599. 
Crysiallus,  189. 
Cuban,  Cubanite,  65. 
Cube  ore,  578. 
Cube  spar,  621. 
Cubizit,  432. 
Cuboite,  432. 

Cuivre  arseniate,  564,  571. 
arsenical,  36. 
carbonate,  713,  715. 
gris,  101. 

hydrosiliceux,  402. 
jauue,  65. 
muriate,  121. 
natif,  14. 

oxide  rouge,  133. 
phosphate,  563,  568. 
pynteux,  65. 
pyriteux  hepatique,  44. 
selenie,  39,  46. 
Sj'icifbrme,  52. 
sulfate,  648. 
sullure,  52, 

sulfure  argentifere,  54. 

vanadatH,  611. 

veloute,  666. 

vitreux,  52. 
Cumengite,  806. 
Cuinniingtonite,  234;  225. 
Cupreine,  53. 
Cupreous  anglesite,  663. 

manganese,  181. 
C  iprite,  133. 
Cuproplurobite,  42. 
Cuproscheelite,  606. 
Cuprouranite,  585. 
Cyanite,  375. 
Cyaueus,  331. 


Cyanochroite,  649. 
Cyanolite,  797. 
Cyanosite,  Cyanose,  648. 
Cyanotrichite,  066. 
Cyclopeiie,  216. 
Cyclopite,  340. 
Cyniatohte,  455. 
Cynidphane,  155. 
Cyprine,  276. 
Cyprite,  52. 
Cyrtolite,  275. 

Dalarnite,  78. 
Daleminziie,  51. 
Damouriie,  4t;7. 
Danaite,  78. 
DauaUte,  265. 
Danburite,  299. 
Daunemonte,  234. 
Daourite,  365. 
Darwinite,  37. 
Daiholite,  Datolite,  380. 
Datoliih,  380. 
Davidsonite,  245. 
Davite,  649. 
Davyue,  Davina,  327. 
Dechenite,  609. 
Degeroite,  489. 
Delanovite,  459. 
Delawarite,  356. 
Delessite,  497. 
Delphinite,  181. 

Delvauxite,  Delvauxene,  583  ; 
588. 

Deraidoffite,  402. 
Demanl,  '^1. 
Demantspath,  138. 
Dendrachates,  195. 
Derbyshire  spar,  123. 
Derniatin.  471. 
Descloizite,  6u9. 
Desmin,  441,  442. 
Devilline,  665. 
Devonite,  575. 
Deweylite,  469. 
Diabase,  240;  343. 
Diabase  Porphyry,  343. 
Diaclasite,  210. 
Diadochite,  588. 
Diagonite,  44  5 
Diallage,  Green,  215,  235. 

Hydrous,  221. 

Metalloidal,  208,  209. 

Talkar tiger,  210. 
Dialiogite,  691. 
Diamant,  21. 
Diamond.  21. 
Dianite,  516. 
Diaphorite,  v.  Allagite. 
Diaspore,  168. 
Diastatite,  235. 
Dichroite,  299. 
Didrimite,  311. 
Didymite,  311. 
Digenite,  52. 


Dihydrite,  563. 
Dillenburgite,  402. 
DUlnite,  421. 
Duuagnetite,  151. 
Dimoiphite,  Dimorphine,  28* 
Dmite,  736. 
Diopside,  214. 
Dioptase,  248,  401. 
Dioryte,  240;  351. 
Dioxyiite,  628. 
Diphanite,  507. 
Dipioite,  337. 
Dipyre,  326. 
Discrasite,  35. 
Disomose,  72. 
Disterrite,  5o8. 
Disthene,  375. 
Ditroyte,  328. 
Dog-Tootli  JSpar,  672. 
Doleryte,  343. 
Dolomite,  681  ;  685. 
Dolomite  sinter,  708. 
Domeykite,  36,  797. 
Donacargyrite,  93. 
Dopplespath,  677. 
Dopplerite,  749;  747. 
Dorauite,  436. 
Dreeite,  626. 
Dreehte,  626. 
Dry-bone,  692. 
Ducktownite,  68. 
Dufrenite,  583. 
Dut'renoysite,  92;  87,  90. 
Dumasite,  503. 
Dunyte,  258. 
Dyoxylite,  628. 
Dysclasite,  398. 
Dyscrasite,  35. 
Dyskohte,  v.  Saussurite, 
Dysluite,  149. 
Dysodile,  746. 
Dyssnite,  227. 
Dyssyntribite,  479. 

Earthy  calamine,  til. 

cobalt,  181. 

manganese,  181. 
Edelforsite,  212. 
EdeHth,  410. 
Edenite,  235. 
Edingtonite,  417. 
Edwardsite,  539. 
Egeran,  276. 
Ehlite,  568. 
Ehrenbergite,  458. 
Eisen,  Gediegen,  15. 
Eisenapalit,  543. 
Eisenalaun,  654. 
Eisenblau,  556,  572. 
Eisenbl lithe,  694. 
Eisenchlorid,  11.*^. 
Eisenchlorit,  497. 
Eisenchrom,  153. 
Eisenerde,  Blaue,  572. 

Grune,  392. 


Eisenerz,  Trappisehes,  143. 
Eisenerz.  Ilystatisches,  143. 
Kiscnglanz,  140. 
Eiscnii'limmer,  140,  556. 
Eiseng-yuuiile,  47 u. 
Eiseiikies,  62. 

Rhouibisclier,  75. 
Elseiikiesel,     v.  Ferruginous 

Quartz,  193. 
Eisenkobalterz,  70. 
Eiseumului,  150. 
Eisennatrolith,  426. 
Eisennickelkies,  47. 
Eisenopal,  v.  Seoiiopal. 
Eisenoxyd,  140. 

Eiseooxydhydrat,  167,  169,  172. 
Eisenoxyd,  Schwefelsaures,  655, 

657,  660. 
Eisenpecherz,  54,  543, 
Eisenperidot,  258. 
Eiseuplatin,  11. 
Eisenphyllit,  556. 
Eisenrahm,  172. 
Eisenresin,  718. 
Eiseurose,  143. 
Eiseurutil,  169. 
Eisensinter,  589, 
Eisenspath,  688. 
Eisenstassfurtit,  596. 
Eisensteiumark,  474. 
Piisentitan,  143. 
Eisenvitriol,  657. 
Eisspath,  355. 
Eisstein,  126. 
Ekebergite,  324. 
Ekmaunite,  49i). 
Elasoiite,  327. 
Elasmose,  44,  82. 
Elasniosiiie,  82. 
Elaterite,  7H4. 
EJectrum,  3,  740. 
Elhuyarit,  419. 
Eliasite,  175. 
f:ilagite,  430. 
Embolite,  115. 
Embrithite,  99. 
Emerald,  245. 
Emerald  nickel,  710. 
Emeraude,  245. 
Emeril,  139. 
Emery,  138. 
Emerylite,  506. 
Emmonite,  699. 
Emplectite,  86. 
Enargite,  107,  797, 
Enceiadite,  600. 
Endellionite,  96. 
Engelhardite,  273. 
Enstatite,  2()8. 
Ephesite,  5u7. 
Epiclilorite,  493. 
Epidosyte,  284. 
Epidote  Group,  281;  290. 
Epiglaubite,  554. 
Epiphosphorite,  535. 
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Epistilbite,  443. 
Epsom  salt,  Epsomite,  643. 
Krbsenstoin,  67  9. 
Ercinite,  4  39. 
Erdkobalt,  181. 
Erdliarz,  7;-;4. 
Eranianuite,  285,  414. 
Erdol,  7  23. 
Erdpech,  751. 
Erdwachs,  732. 
Eremite,  5:-'. 9. 
Erinite,  5-9  ;  459. 
Erlan.  Erlanite,  797. 
Ersbyite,  361. 
Erubescite,  44. 
Erusibite,  660. 
Erythriiie,  558. 
Erythrite,  558;  352. 
Escherite,  281. 
Esraarkite,  301,  380,  485. 
Essonite,  2ii6. 
Etain,  natif,  17. 

oxyde,  157. 

sulfure,  68. 
Eucairite,  39,  797. 
Euchroite,  566. 
Euchysiderite,  v.  Pyroxene. 
Euclase,  379. 
Eucolite,  248. 
Eudialyte,  Eudyalite,  248. 
Eudnophite,  433. 
Eugenesite,  v.  Selenpalladite. 
Eugenglanz,  107. 
Eukairite,  39. 
Eukamptite,  307,  487. 
Euklas,  379. 
Eukolite,  249. 
Eulysyte,  259. 
Eulytine,  Eulytite,  391. 
Eumanite,  165. 
Euosmite,  743. 
Euphyllite,  488. 
Eupyrchroite,  530. 
Eusynchit,  609. 
Euxeuite,  521. 
Euzeolith,  443,  444. 
Evansite,  585. 
Exanthalose,  637. 
Exitele,  Exitelite,  184. 

Fadererz,  91. 
Eahlerz.  Falilite,  100. 
Fahlunite,  484;  301. 

Hard,  299. 
Fargite,  426. 
Faruelite,  424. 
Fasciculite,  240. 
Faserkiesel,  378. 
Faserzeoiith,  426. 
Fassaite,  2 1 6. 
Faujasite,  433. 
Fauserite,  645. 
Fayalite,  258. 
Feather  alum,  654. 
Feather  ore,  91. 
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Federalaun,  654. 
Federerz,  91. 
Feitsui,  293. 
Feldspar  Grroup,  335. 
Feldspar,  Blue,  572. 

Common,  352. 

Labrador,  341. 

Potash,  352. 

Soda,  348. 

Lime,  341. 

Glassy,  352. 
Feldstein,  352. 
Felsite,  349,  352. 
Felsobanyite,  662. 
Feldspath,  352. 

apyre,  371. 

tenace,  v.  Saussurite. 

nacre,  352. 
Fer  azure,  556. 

arseniate,  578. 

arsenical,  76,  77,  78. 

carbonate,  688. 

chromate,  153, 

hydro-oxide,  169. 

natif,  15. 

oligiste,  140. 

oxide,  140. 

oxidule,  149. 

magnetique,  149. 

muriate,  118. 

phosphate,  556. 

speculaire,  140. 

sulfate,  657  ;  646. 

sulfure,  57,  62. 

sulfure  magnetique,  58. 
Ferberite,  604. 
Fergusonite,  524. 
Ferrocalcite,  678, 
Ferrocobaltite,  72. 
Ferrotantalite,  514. 
Ferrotitanite,  390. 
Fettbol,  461. 
Fettstein,  327. 
Feuerblende,  93. 
Feuerstein,  195. 
Fibroferrite,  656. 
Fibrolite,  373. 
Fichtelite,  735. 
Ficinite,  590. 
Fieldite,  104. 

Figure-stone,  480 ;  483,  452. 
Fiorite,  199. 
Fireblende,  93. 
Fischaugenstein,  415. 
Fischerite,  582. 
Flexible  silver  ore,  55. 
Fliegenstein,  v.  Arsenic. 
Flint,  195. 
FUntkalk,  682. 
Float-stone,  199. 
Flockenerz,  v.  Mimetite. 
Flos  ferri,  694. 
Flos  succini,  748. 
Flucerine,  126. 
Fluellite,  126. 
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Graukupfererz,  v.  Tennautita 
Graulite,  644. 
Graumangauerz,  165,  170. 
Grrausilber,  v.  Selbite. 
Grauspiessglanzerz,  29. 
Grauspicssglaserz,  29. 
Gray  antimony,  29. 

copper,  100. 
Green  diaP-age,  215.  2S6. 

earth,  4G2,  4  63. 

iron  ore,  583. 

lead  ore.  b-ij. 

liiaiachite,  713. 

vitriol,  646. 
Greenu.rdite,  516. 
Greenockite,  59. 
Greenovite,  883. 
Grenat,  265. 
Grenatite,  388. 
Grene-esite.  501. 
Groppite,  486. 
Groroilite.  181. 
Grossiilarite,  266. 
Grothite.  386. 
Griinauite,  47. 
Griinbleierz.  535,  537. 
Griineisenerde,  583. 
Griineisenstein,  583. 
Griinerde.  4e;2,  463. 
Griinerite,  234. 
Guanite,  551. 
Guano.  535. 
Guarinite,  383. 
Guayacanite,  107. 
Gummierz.  179. 
Gummispatli,  577. 
Gummite,  17  it,  4  75. 
Gurhofian,  Gurhofite,  682. 
Gurolite.  398. 
Guyaquillite,  745. 
Gymnite.  469. 
Gyps,  637. 
Gypsum,  637. 
Gyrolite,  398. 


Flnccerine,  126. 
Fluocerite,  126. 
Fluochlore,  512. 
Fluor-apatite,  531. 
Fluor,  i^iuorltc,  123. 
Fluor  Spar,  123. 
Flussspath,  123. 
Foliated  tellurium,  82. 
Fontaiiiebleau  limestone,  678. 
Forbesite,  560. 
Forsterite,  255. 
Fouruetite,  42. 
Fo^vVrite,  225. 
Francolite,  o20. 
Franklinite,  152. 
Frauenglas,  v.  Mica. 
Freibergite,  101. 
Freieslebenite,  93. 
Fritzscheite,  587. 
Frusi'ardite.  276. 
Fuchsite.  309. 
Fuller's  Earth,  458,  473. 
Fullonite,  v.  Ouegite. 
Funkite,  215. 
Fuscite,  319. 

Gabronite,  324. 

Gadolin,  Gadolinite,  293;  285. 
Gagates,  760. 
Gahnite,  149;  147,  276. 
Galactite,  426. 
Galapektit  473,  475. 
Galena.  Galenite,  40. 
Galenoceratite,  703. 
Gallicinite,  647. 
Gallitzeustein,  647. 
Galmey,  407. 
Gamsigradite,  236. 
Ganomatite,  798. 
Gansekotliig-erz,  798. 
Garamauticus,  265. 
Garnet,  205. 

Bohemian,  267. 

Oriental,  267. 

Tetrahedral,  264. 

AVliite,  334. 
Garnsdorffite,  661. 
Gay-Lussite,  706. 
Gearksutite,  130. 
Gedrite,  231. 
Gehlenite,  370. 
Geierite,  77. 
Gekrosstein,  621. 
Gelbantimouerz,  187. 
Gelbbleierz,  607. 
Gelbcisenerz,  655,  660. 
Gelbeisenstein,  174. 
Gelberde,  172. 
Gelberz,  81. 

Gelferz,  v.  Chalcopyrite. 
Genthite,  471. 
Geocorellite,  748. 
Geoceric  Acid,  748. 
Geocerite,  738. 
Geomyricite,  739,  798. 


Geocronite,  105. 
Georetinic  Acid.  748. 
Gersdorffite,  72,  798. 
Geyserite,  199. 
Gibbsite,  177. 
Gibraltar  Stone,  680. 
Gieseckite,  479;  329. 
Giftkies.  78. 

Gigantoiite,  -180;  301,  486. 
Gilbertite,  798. 
GiUingite,  492. 
Giobertite,  686. 
Girascl,  198. 
I  Gismondiiie.  Gismondite,  ■ 
798. 
Glagerite,  476. 
Glance  copper,  52. 
Glanzarsenikkies,  77. 
Glanzbraunstein,  162. 
Glanzkobalt.  71. 
Glaserite,  615. 
Glaserz,  Glauzerz,  38. 
Glaskopf,  140. 
Glasspat,  123. 
Glaubapatite,  535;  554. 
Glauber  salt,  686. 
Glauberite,  627. 
Glaucodot,  80  ;  81,  798. 
Glaucolite,  319. 
Glauconite,  462. 
Glaucophane,  244. 
Glaukosiderit,  556. 
Ghmmer,  802,  309. 
Glinkite,  25H. 
Globosite,  584. 
Glockerite,  662. 
Glossecollite,  475. 
Glottalite,  417. 
Gmeliuite,  486;  437. 
Gneiss,  359. 
Gokumite,  276. 
Gold,  3,  799. 
Gold  amalgam,  14. 
Goldtellur,  81. 
Gongylite,'  480. 
Goshenite.  245. 
Goslarite,  647. 
Gothite,  169. 
Gotthardite,  92. 
Grahamite,  753. 
Gramenite,  461. 
Grammatite,  283. 
Grammite,  v.  WoUastonite. 
Granat,  265. 
Granatite,  388. 
Granite,  359. 
Granulyte,  352. 
Graphic  gold,  81. 

tellurium,  81. 
Graphite,  24. 
Grastite,  500. 

Graubriiunsteinerz,  165,  170. 
Grauerz,  v  Galena. 
Graukobalterz,  47. 
Graugiltigerz,  101. 


Haarkies,  56 ;  75. 
Haarsalz,  644. 
Haemachates,  195. 
Hffimatoconiie,  676. 
Hffimatite,  140. 
Hafnefjordit,  346. 
Haidingerite,  552 ;  86. 
Hair-salt,  644. 
Halbazurblei,  v.  Caledonite. 
Halbvitriolbiei,  628. 
Hahte,  112. 
Hallite.  658. 
Halloyhte,  475. 
Halloysite,  475. 
Halochalzit,  121. 
Halotrichine,  654. 
Halotrichite,  654;  649. 
Hammochrysos,  302. 
Hampshirite,  457. 
Harmotome,  439,  799. 
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Harringtouite,  480 
Harnsite,  53. 
Hartbrauustein,  163. 
Hartiu.  7-42. 
Hartite.  TSii. 
Hartkobalterz,  71. 
Hartmauganerz,  1 80. 
Hartmauuite,  61. 
Hartspat,  371. 

Hatchet tite,  Hatchettine,  731  ; 

7^8. 
Hauerite.  64. 
Ilausmauuite,  162. 
Haiiyne.  Haiiyuite,  332 ;  333. 
Haydenite  4::)4. 
Hayesine.  599  ;  597. 
Hay  tori  te.  I9fi;  382. 
Heavy  spar,  616. 
Hebetine.  262. 
Hecatolite.  354. 
Hedeubergite,  215. 
Hedyphane.  537. 
Heliolite.  355. 
Heliotrope.  194. 
HeUetliuta.  349,  353. 
Heliniulh,  502. 
Helvetan,  8<tl. 
Helvin.  Helvite,  264. 
Hematite,  140  ;  167,  799. 

Black,  180. 

Bro\\Ti,  172. 
Hemichalcit,  86. 
Heraimorphite,  407. 
Hepatinerz.  133,  402. 
Hepatite.  616. 
Heracliop-.  149. 
Hercynite,  148. 
Heruerite,  546. 
Herniannite,  225. 
Hermesite.  101. 
Herrerite,  692. 
Hersclielite,  437. 
Hesscubergite,  762. 
Hessite,  50. 
Heteroclin.  103.  226. 
Heteromerite,  276. 
Heteromorphite,  91. 
Heterosite,  542. 
Heiilandite.  444 ;  443. 
Hielraite,  519. 
Highgatc  resin,  739. 
Himbeerspath,  69 1 . 
Hircine.  Hircite,  747. 
Hisingerite.  489. 
Hislopite.  463.  678. 
Hitchccckite,  577. 
Hoeruesite.  556. 
Hoevelit;  HoveUit,  111. 
Hogauite.  426. 
Hohlspath.  371. 
Holmesite,  v.  Seybetite. 
Holmite,  508. 
Holz.  Bitumlnoses,  755. 
Holzkiipfererz.  564. 
Holzopal,  V.  Wood  Opal. 


Homichlin,  67. 

Honey-stone,  Honigstein,  75o. 

Hopeite.  544. 

Horublei,  7  03. 

Hornblende,  232. 

Hornerz,  114. 

Hornfels,  195. 

Hornmangan,  227. 

Horn  quicksilver,  111. 

Horn  silver,  114. 

Hornstone.  195. 

Horse-flesh  ore,  44. 

Hortouite,  222. 

Houghite,  179. 

Houille,  754. 

Houille  papyracee,  746. 

Hovite,  709!' 

Howlite,  598. 

Huascolite,  42. 

Hiibnerite,  6ii3. 

Hudsoiiite,  216. 

Huiiiboldtine,  718. 

Humboldtilite,  280. 

Humboldtite,  380. 

Humite.  363. 

Huiiterite,  457. 

Hureaulite,  561. 

Hurotiite.  341  ;  301,  485. 

Huyssenite,  799. 

Hverlera.  478. 

Hversalt,  654. 

Hyacinth,  138,  266,  274,  276. 
Hyahte.  199. 
Hvalomelan.  245. 
Hyalophane,  346,  799. 
Hvalosiderite,  256. 
HybHte,  484. 
Hydrargilhte,  177,  580. 
Hydrauhc  limestone,  575,  679. 
Hydroapatite.  ft35. 
Hydroborocalcit,  599. 
Hydrobucholzite.  799. 
Hydroboracite.  595. 
Hydrochlore,  512. 
Hydrodoloniite,  708. 
Hydrolauthanit,  709. 
Hydrolijematito,  167. 
Hydrolite,  436. 
Hydroraagnesite.  707. 
Hydromagnocalcit,  708. 
Hydrouickelmagnesite,  707. 
llydrophane,  199. 
Hydrophite,  470. 
Hydropit.  225. 
Hydrosilicite.  799. 
Hydrous  anthophyllite,  175. 
Hydrosteatite,  453. 
Hydrotalc,  495 
Hydrotalcite,  178,  799. 
Hydrotephroite,  260. 
Hydrozincite,  711. 
Hypargyrite.  88. 
U\perstl,ene,  209  ;  215. 
liypocldorite,  392. 
Hyperyte,  343. 


nyposclerite,  349. 
Hyposlilbite,  441. 
llypoxaiithite,  800. 
Hystatiie,  143. 

laspachates.  195. 
laspis.  194. 
Iberite.  481 ;  301. 
Ice,  ]  35. 
Ice  spar.  355. 
Iceland  spar.  677. 
Ichthyophthalmite,  415. 
Idocrase,  276. 
IdriaUne.  Idrialite,  738. 
Iglesiasite,  700. 
Ighte,  Igloile,  694. 
Udetbnsite.  515. 
llluderite.  290. 
Ilmenite,  143  ;  525. 
Umenorutile,  159. 
livaite,  296. 
ludianite,  337. 
Iiidicolite,  365. 
Indigo  copper,  83. 
Inolite.  6Su. 
Iodic  silver,  1 1  7. 

quicksilver,  117. 
lodite,  117. 
lodquecksilber,  117. 
lodsilber,  117. 
lodyrite,  117. 
lohte,  299. 

Hydrous.  301,  484. 
Iridium,  Xative,  12. 
Iridosmine,  12. 
Irite,  154. 
Iron,  15. 

Arsenate,  578. 

Autimouial    sulphuret,  i; 
Berthierite. 

Arsenical,  76,  77. 

Borate,  600. 

Carbonate,  688. 

Carburet  of,  24. 

Chlorid  of,  118. 

Chromic,  153. 

Colunibate,  514.  515. 

Cupreous  arsenate,  574. 

Diarseiiate,  5:>9. 

Hydrous  oxyds,  169. 

^lagnelic,  149. 

Meteoric,  15. 

Native,  15. 

Oligist,  140. 

Oxalate,  718. 

0.\-yd.  14  0. 

Oxvuulaied,  149. 

Pliospliates.  583,  584,  556. 

SilicatfS,  258,  oil. 

Sulphate.  646,  etc. 

Sulphid,  Sulphuret,  57,  58 
62. 

Tantalate.  514. 
Titanit'erous,  143. 
I        TuDgstate,  601. 
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Iron  and  Manganese  Tungstate, 

601. 
Iron  alum,  654. 
Iron  earili,  Blue,  556. 
Iron  natrolite,  426. 
Iron  ore,  Argillaceous,  141,  172. 

Arsenicated,  578. 

Axotomons,  143. 

Bog,  1G9,  172,  174,178. 

Brown,  172;  169. 

Calcareous,  688. 

Clay,  141,  172,  688. 

Green,  583. 

Jaspery,  141.  * 

Lenticular,  141. 

Magnetic,  149. 

Micaceous,  140. 

Ochreous,  140,  169. 

Octahedral,  149. 

Pitchy,  589. 

Red,  "140. 

Sparry,  688. 

Specular,  140. 

Titaniferous,  143. 
Iron  pyrites,  62, 

Magnetic,  58;  57. 

"White,  75. 
Iron  rutile,  169. 
Iron  sand,  143,  149. 
Iron  sinter,  575. 
Ironstone,  Clay,  141,  169,  688. 

Blue,  556. 

Brown,  172. 
Iserine,  Iserite,  144,  145. 
]sophane,  v.  Franklinite. 
Isopyre,  392. 
Itabiryte,  141. 
Itacolumyte,  22,  195. 
Ittnerite,  333. 
Ivaarite,  391. 
Ixiolite,  514. 
Ixolyte,  736. 

Jacksonite,  410. 

Jade,  Common,  283;  290,  292. 

Jade  tenace,  290. 

Jadeite,  292. 

Jalpaiie,  39. 

Jamesonite,  90,  800. 

Jargon,  272. 

Jarosite,  660. 

Jasper,  195. 

Jaiilingite,  800. 

Jayet,  v.  Jet. 

Jefferisite,  494. 

Jeftersonite,  215. 

Jelletite,  268. 

Jefreinoffite,  276. 

Jenkinsite,  470. 

Jenzschite,  201. 

Jet,  760. 

Jewreinowite,  276, 
Johannite,  666. 
Johnite,  580. 
Johnstonite,  40. 


Jollyte,  492. 
Jordanite,  88. 
Joseite,  31. 
Jossaite,  631. 
Junckerite,  688,  697. 
Jurinite,  164. 

N.B. — Many  names  spelt  with 
an  initial  K  in  German,  begin 
with  C  in  English. 

Kaiuit,  642. 
Kakochlor,  181. 
Kakoxene,  584. 
Kalait.  580. 
Kalamit,  233. 
Kalchstein,  670. 
Kalialaun,  652. 
Kalifeldspath,  352. 
Kalinite,  652. 
Kaliphite,  172. 
Kalisalpeter,  592. 
Kalisalzsaures,  111. 
Kalisulphat,  015. 
Kalkgranat,  268. 
Kalk-Harmotome,  438. 
Kalk-Malachit,  715. 
Kalkoligoklas,  346. 
Kalksalpeter,  593. 
Kalkspath,  670. 
Kallait,  580. 
Kallochrom.  629. 
Kalomel,  111. 
Kalzedon,  194. 
Kammererit,  495. 
Kammkies,  75, 
Kampylite,  537. 
Kanelstein,  266. 
Kaneite,  61, 

Kaolin,  473  ;  324,  345,  361. 
Kaolinite,  473. 
Kapnikite,  225. 
Kapnicite,  576. 
Kapnite,  692, 
Karelinite,  185. 
Karneol,  194. 
Karpholite,  419. 
Karphosiderit,  661. 
Karphostilbite,  424. 
Kaistenite,  621. 
Kassiterit,  157. 
Kastor,  229. 
Katapleiit,  401. 
Kataspilit,  483. 
Katzenauge,  193. 
Katzen-Silber,  302,  454. 
Kausimkies,  76. 
Keffekilite,  478 
Keilhauite,  3S7. 
Kenngottite,  88. 
Keramohalite,  649. 
Keraphyllite,  v.  Carinthine. 
Kerargyrite,  114, 
Kerasiue,  120,  703. 
Kerasite,  I2i),  703. 
Karate,  114. 


Kermes,  Kermesite,  186. 
Kermesome,  186. 
Kerolith,  470. 
Kersantyte,  348. 
Kibdelophau,  143. 
Kiesel,  189, 
Kieselcerit,  413. 
Kieselgaluiey,  407. 
Kieselgyps,  621. 
Kieselkupfer,  402. 
Kiesel malachit,  402. 
Kieselmangan,  225. 
Kiesel  spath,  v.  Albite. 
Kieselwismuth,  391. 
Kieselzinkerz,  407 
Kieserite,  H41. 
Kilbrickenite,  105. 
Killinite,  48o. 
Kirwanite,  800. 
Kischtimite,  703. 
Klaprothine,  572. 
Klaprothite,  572. 
Klipsteiiiite,  511. 
Klinoclas,  570. 
Klinochlor,  497. 
Knauffite,  611. 
Knebelite,  260. 
Knistersalz,  v.  Halite. 
Kobaltarsenikkies,  78. 
Kobaltbeschlag,  558, 
Kobaltbleiglanz,  43, 
Kobaltbllithe,  558. 
Kobaltglanz,  71;  68. 
Kobaltkies,  68. 
Kobaltmanganerz,  181. 
Kobaltuickelkies,  68. 
Kobalt-Scorodit,  574. 
Kobaltsulfuret,  47. 
Kobaltvitriol,  647. 
Kobellite,  99, 
Koboldine,  68. 
Kochsalz,  112. 
Koelbingit,  284. 
Kohle,  753. 

Kohlensaurer  Kalk,  686. 
Kolilenvitriolbleispath,  628. 
KokkoHt,  214,  215. 
Kokscharoffite,  242. 
Kollyrit,  420. 
Kolophonit,  268. 
Konarit,  405. 
Kondroarsenit,  562. 
Konichalcit,  565. 
Konigine,  664. 
Kouleinite,  737. 
Konlite,  737. 
Korite,  484. 
Korynit,  74. 
Kottigite,  561. 
Korund,  137. 
Kotschubeit,  497. 
Koupbolite,  410. 
Kj-ablite,  359. 
Krantzite,  741. 
Kraurite,  583. 
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Kreitlonite,  149. 
Kremersite,  119. 
Kreutzkristalle,  439. 
Kreuzstein,  439. 
Krisoberil,  155. 
Krisolith,  256. 
Krisuvigite,  664. 
Kroeberite,  59. 
Krokalith,  426. 
Krokidolite,  243. 
Krokoit,  629. 
Kryolite,  126. 
Kryptolith.  529. 
Kubizit,  432. 
Kuboii,  432. 
Kiihnite,  544. 
Kuboizit.  434. 
Kupaplirite,  570. 
Kupfer,  G-ediegen,  14. 

Salzsaures,  121. 
Kupferantimonglanz,  85. 
Kupferblelgianz,  42. 
Kupferbleispath,  663  ;  42. 
Kupferblende,  104. 
Kupferbldthe,  133. 
Kupferdiaspore,  568. 
Kupferfahlerz,  luo. 
Kupferglanz,  Kupferglas,  52. 
Kupfer  glimmer,  571. 
KupfergrLin,  402. 
Kupferhornerz,  121. 
Kuplerindig,  83. 
Kupferkies,  65. 
Kupferlasur,  715. 
Kupferlebererz,  133. 
Kupfer  manganerz,  181. 
Kupfernickel,  60. 
Kupferpecherz,  402. 
Kupferphyllit,  571. 
Kurfersammterz,  666. 
Kupferschaum,  570. 
Kupferschwarze,  136. 
Kupfferite,  230. 
Kupfer-smaragd,  401. 
Kupfer-uranit,  585. 
Kupfer-vitriol,  648. 
Kupferwasser,  645, 
Kupferwismutherz,  86,  98. 
Kupferwismuthglanz,  86. 
Kuprein,  52. 
Kiistelite,  9. 
Kyanite,  375, 
Kymatiue,  234. 
Kypholite,  v.  Serpentine. 
Kyrosite,  76. 

Labradorite,  341. 
Labrador  feldspar,  341, 
Labrador  hornblende,  209. 
Lagonite,  600. 
Lagunite,  600. 
Lampadite,  181. 
Lamprophanite,  663. 
Lanarkite,  628. 
Lancasterite,  707. 


Langite,  665, 
Lanthanite,  709. 
Lanthauocerite,  413. 
Lapis-lazuli,  331. 
Lapis  OUaris,  451. 
Larderellite,  6u0. 
Lardite,  v.  Pagodite. 
Lasionite,  575. 
Lasurfeldspath,  353. 
Lasurite,  715. 
Lasurstein,  331. 
Latialite,  332. 
Latrobite,  837. 
Laumonite,  Laumontite,  399. 
Lauriie,  74, 
Lavendulan,  560. 
Lavroffite,  Lawrowit,  216. 
Lazulite,  572. 
Lazur-Apatit,  530. 
Lead,  17. 

Aluminate,  577. 

Antimonial  sulphuret,  96, 
99. 

Antimonate,  591. 
Argentiferous,  41. 
Arsenate,  537. 
Black,  24. 
Carbonate,  700. 
Chlorid,  117. 
Chloro-carbonate,  703. 
Chromate,  628,  630. 
Corneous,  703. 
Cupreous  sulphate,  663. 
Cupreous  sulphato-carbon- 

ate,  625. 
Hydro-aluminous,  577. 
Molybdate,  607. 
Murio-carbonate,  703. 
Native,  17. 
Oxychlorld,  119,  120. 
Oxyds,  136,  163. 
Phosphate,  535. 
Selenate,  669, 
Selenids,  42,  44. 
Subsesquichromate,  630. 
Sulphate,  622, 
Sulphato-carbonate,  625, 

628, 

Sulphato-chlorid,  627. 
Sulphato-tricarbonate,  624, 
626, 

Supersulphuretted,  41. 

Sulphid,  Sulphuret,  40. 

.TeUurid,  44. 

Tungstate,  606. 

Vanadate,  610. 

White,  7()0. 
Lead  and  Copper. 

Chromate,  630. 

Chromo-phosphate,  631. 
Lead  glance,  40. 
Lead  ochre,  136. 
Lead  ore,  Green,  535,  537. 

Red,  6-28. 

White,  700. 
52 


Lead  ore.  Yellow,  607. 
Lead  vitriol,  622. 
LeadhiDite,  624. 
Leberblende,  50. 
Leberkies,  75  ;  58. 
Leberstein,  616. 
Lecoiitite,  635. 
Ledererite,  436. 
Lederite,  383. 
Leedsite,  800. 
Leehte,  353. 
Lehmanite,  290. 
Lehrbachite,  44. 
Lehuntite,  426. 
Lemniau  Earth,  457. 
Lenuilite,  356. 
Lenziuite,  476. 
Leonhardite,  401. 
Leopoldite,  111. 
Lepidokrokite,  169. 
Lepidolite,  314. 
Lepidomelane,  307. 
Lepolite,  S3 7. 
Lesleyite,  800. 
Lettsomite,  666. 
Leucanterite,  660, 
Leucaugite,  216. 
Leuchtenbergite,  500. 
Leucite,  334, 
Leucitophyr,  335, 
Leucohte,  326,  376. 
Leueocychte,  415. 
Leucopetrite,  743. 
Leucophanite,  260. 
Leucopyrite,  76. 
Leuzit,  334. 
Levyne.  Levynite,  431. 
Lherzolyte,  147, 
Libethenite,  563. 
Liebenerite,  479  ;  329,  663. 
Liebigite,  717. 
Lievrite,  296. 
Lignite,  755, 
Ligurite,  383. 
Lilalite,  314. 
LiUite,  493. 
Limbihte,  258. 
Lime,  Arsenate,  554. 

Borate,  380,  597. 

BorosHicate,  380. 

Carbonate,  670. 

Fluate,  123. 

Nitrate,  593. 

Oxalate,  718. 

Phosphate.  530. 

Silicate,  210. 

Sulphate,  621,  637. 

Titanate,  146.  ^ 

Tungstate,  605. 
Lime-Malachite,-  715. 
Limestone,  678. 

Hydrauhc,  679. 

Magnesian,  681, 
Limnite,  178;  172. 
Limonite,  172. 
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Linarite,  663. 

Lincolnite,  444. 

Lindaekerite,  590. 

Lindsajite,  340. 

LinnEeite,  68. 

Linseite,  340. 

Linsenerz,  567. 

Liusenkupfer,  567. 

Liparite,  123. 

Lirocooite,  567. 

LiTheosphorus,  616. 

Lithionglimmer,  314. 

Lithionite,  314. 

Lithographic  Stone,  679. 

Lithomarge,  460,  473,  475,  480. 

Loboit,  27  6. 

Loganite,  242,  496. 

Ljlingite,  77 :  76. 

Lomouite,  899. 

Louchidite.  76. 

Lophoite,  501. 

Loialite,  215. 

Ljweite,  Loveite,  643. 

Lovrigite,  659. 

Loxoclase,  352. 

Luoullite.  Lucullan,  677. 

LumacheUe,  679. 

Luunite,  568. 

Lupus  raetallorum,  29. 

Lychnis,  1^8,  147. 

Lvdian  stone,  195. 

LyeUite,  665. 

Lyncurium,  272,  740. 

Lythrodes,  479. 

Made,  371. 
Maclureite,  216,  363. 
Magneferrite,  152. 
Magnesia,  Pure.  635. 

Borate,  595. 

Carbonate,  6S5. 

Chlorid,  118,  119,  122. 

Fluophosphate,  538. 

Fluosilicate,  363. 

Hydrate,  175. 

Hydro-carbonate,  707. 

isative,  175. 

Xitrate, 

Sulphate,  643. 
Magnesia  alum,  653. 
Magnesian  hmestone,  682. 

pharmacolite,  544. 
Magnesie  hydratee,  175. 

carbonatee,  686. 

nitratee,  593. 

phosphatee,  538. 
Magnesinitre,  593. 
Magnesioferrite,  152. 
Magnesite,  685  ;  456. 
Magneteisenstein,  149. 
Magnetis,  451. 
Magnetic  iron  ore,  149. 
Magnetic  pyrites,  58. 
Magnetite,  'l49,  800. 
Magnetties,  58. 


Magnet opyrite,  58. 
Magnofemte,  152. 
Malachite,  Blue,  715. 

G-reen,  713. 

Lime,  715. 
Malacolite,  214. 
Malacon,  Malakon,  275. 
Maltha,  728. 
Malthaeite,  458. 
Mamanite,  642. 
Mandelato,  678. 
I  Manganalaun.  653. 
Siangan,  Kohlensaures,  691. 
Manganamphibole,  225. 
Mangaubleude,  46. 
Manganepidote,  285. 
Manganerz.  Grauer,  165,  170. 

Kupferhaltiges,  166. 

Prismatoidisches,  171. 

Schwarzer,  162. 
Manganese,   Oxyd,    162,  163, 
165,  166. 

Hvdrous  oxyds,  162,  170. 
ISO. 

Arseniuret,  61. 
Black,  162. 
Bog.  181. 
Carbonate,  691. 
Chlorid.  122. 
Cupreous.  181. 
Earthy,  181. 
Gray.  165. 

Phosphate,  541,  543. 
Red,  225. 
Silicates,  22.5,  260. 
Sulphid,  46,  64. 
Manganese-Ore,  Brachytypous, 
163. 

Prismatic.  165. 

Pyramidal,  162. 
Manganese  alum,  653. 
Manganese  spar,  225. 
Manganglanz,  46. 
Mangangranat,  268. 
Manganite,  170. 
Mangankiesel,  225. 
Mangankupfererz,  166. 
Mangankupferoxyd,  166. 
Manganocalcite,  697  ;  678. 
Manganopa],  v.  Opal 
Manganschaum.  181. 
Manganspath,  691. 
MarasmoUte,  48. 
Marble,  670. 

Verd-antique,  678. 
Marcasite,  75;  62,  800. 
Marceline,  163,  226. 
Marcylite,  137  ;  121. 
Marekanite,  v.  Pearlstone 
Margarite,  506;  489. 
Margarodite,  487  ;  310. 
Mariahte,  326 ;  332. 
Marionite,  711. 
Marl,  679. 
Marmatite,  48. 


Marmolite,  465. 
Martinsite,  112,  641. 
Martite,  142. 

Mascagnine,  Mascagnite,  635 
Maskelyne,  665. 
Masonite,  504. 
Massicot,  136. 
Matlockite,  119. 
Mauilite.  v.  Labradorile. 
Medjidite,  667. 
Meerschaum,  456. 
Megabasite,  604. 
Megabromite,  115. 
Mehl-Zeohth,  426,  430. 
Meionite,  318. 
Melaconite,  136,  804. 
Melanasphalt,  753. 
Melanchlor,  543. 
Melanchym,  744,  750. 
Melanellite,  750. 
Melanglanz,  v.  Stephanite. 
Melanhydrit,  483. 
Melanite,  267. 
Melanochroite,  630. 
Meianolite,  490. 
Melanteria.  645. 
Melanterite.  646,  800. 
Mehlite,  MellUite,  280 ;  750. 
Melinite,  477. 
Melinophane,  263. 
Mehphanite,  263. 
Mellate  of  alumine,  750. 
Mellite,  750 
Melinose,  607. 
Meionite,  801. 
Melopsite,  478. 
Menaccanite,  143, 
Menakerz.  383. 
Mendipite,  120. 
Meudozite.  653, 
Meneghinite,  105. 
Mengite,  525  ;  539. 
Menihte,  199. 
Mennige,  163. 
Mercure  argental,  13. 

sulfure,  55. 

iodure,  117. 
Mercury,  Antimonite,  547. 

Amalgam.  13. 

Chlorid,  111. 

Horn.  111. 

lodid,  117. 

Native,  13. 

Seleoid,  56. 

Sulphid,  55. 
Merda  di  Diavolo,  746. 
Merkurblende,  55. 
Merkurglanz,  56. 
Meroxene,  307. 
Mesitine,  Mesitite,  687  ;  688. 
Mesitinspath,  687. 
Mesole,  424. 
Mesolin,  431. 
Mesolite,  430. 
Mesotype,  424,  426,  430. 
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Mesotype  epoiat^e,  415. 
Messingbliithe,  712. 
Metabrvishite,  553. 
Metachlorite,  503. 
Metaxite,  465. 
Metaxoite,  494. 
Miascyte,  328,  359. 
Miargyrite,  88. 
Mica  Group,  301. 
Mica,  Hexagonal,  304. 

Lithia,  314. 

Oblique,  309. 

Rhombic,  302. 
Mica  des  peintres,  24. 
Mica  pictoria,  24. 
Mica  schist,  359. 
Micaphilit,  371. 
Micarelle,  324. 
Michaelite,  199. 
Michaelsonite,  289. 
Microbroraite,  115. 
Microclin,  355. 
Microcosmic  salt,  551. 
Microlite,  513. 
Middietonite,  745. 
Miemite,  682. 
Miesite,  535. 
Mikrokiin,  355. 
Millerite,  66. 

Miloschin,  Miloschite,  510. 
Mimeteae,  Mimetite,  537. 
Mimetese,  Mimetesite,  537. 
Mineral  caoutchouc,  734. 

coal,  753. 

charcoal,  755. 

oil,  723,  728,  737. 

pilch,  728,  751. 

resin,  739-747. 

tallow,  731. 

tar,  728. 

wax,  727,  730. 
Minium,  163;  55. 
Mirabilite,  636. 
Miseuite,  615. 
Mispickel,  78. 
Misy,  655  ;  645,  660. 
Mi7.zouite,  325. 
Mocha  Stone,  195. 
Moduraite,  71. 
Moiisino,  76,  77. 
Mohsite,  143. 
MoUit,  572. 
Moloch  ites,  713. 
Molybdanbleispath,  607. 
Molybdanglanz,  32. 
Molybdanochre,  185. 
Molybdansilber,  32. 
Molybdate  of  lead,  607. 
Molybdate  of  iron,  186. 
Molybdeua,  sulphid  of,  32. 
Molybdene  sulfure,  32. 
Molybdenite,  32. 
Molybdic  ochre,  185. 

silver,  32. 
Molybdine,  Molybdite,  185. 


Molysite,  118. 
Monazite,  539. 
Monazitoid,  539. 
Mondstein,  v.  Moonstone. 
Monheimite,  v.  Kapnite. 
Monimolite,  546. 
Mouophan,  443, 
Monradite,  221,  406. 
Monrolite,  373. 
Montanite,  668,  801. 
Monticellite,  255. 
Montmartite,  637. 
Moutmorillonite,  459. 
Moonstone,  347,  350,  352,  640. 
Morasterz,  172,  174,  178. 
Mordenite,  446. 
Morenosite,  648. 
Moresnetite,  409. 
Mornite,  341. 
Moronolite,  660. 
Moroxite,  630. 
Morvenite,  439. 
Mosandrite,  295. 
Mossottite,  694. 
Mountain  green,  713. 

cork,  234. 

leather,  234. 
Muldan,  353. 
Muller's  glass,  199. 
MuUerine,  Mullerite,  8^. 
Mullicite,  556. 
Mundic,  62. 
Murchisonite,  352. 
Muriacite.  621. 
Muromontite,  289. 
Murrhina,  194. 
Muscovite,  309,  801. 
Muscovy  glass,  309. 
Miisenite,  v.  Siegenite. 
Mussite,  214,  702. 
Myelin,  373. 
Mysorin,  715. 

Nacrite,  309;  455,  473. 
Nadeleisenerz,  169. 
Nadelerz,  100. 
Nadelstein,  694. 
Nadelzeolith,  426. 
Nagyagererz,  82. 
Nagyagite,  82. 
Naphtha,  723. 
Naphthadil,  734. 
Naphthaline,  727,  738. 
Nasturan,  v.  Pitchblende. 
Natrocalcite,  677. 
Natrohte,  426 ;  324. 
Natrolite,  Iron,  426. 
Natron,  705. 

alaun,  653. 

sal  peter,  592. 
Natroborocalcite,  598. 
Natronspodumen,  346. 
Naumanuite,  39. 
Necronite,  352. 
Needle  ore,  100. 


Needle  spar,  v.  Aragonite. 

Needlestone,  426. 
Nefelina,  327. 
Neft-gil,  734. 
Nemalite,  175. 
Neoctese,  574. 
Neolite,  4U6. 
Neoplase,  657. 
Neotokite,  491. 
Neotype,  678. 
Nepheline,  327. 
Nephelite,  327. 

Nephrite,  233;  237,  290,  292, 
801. 

Nephehndoleryte,  328. 
Nertschinskite,  476. 
Neurolite,  482. 
Newjanskite,  12. 
Nevvkirkite,  171. 
Niccohte,  60. 
Nickel,  Antimonial,  61. 

Arsenate,  561 ;  548. 

Arsenical,  60,  72. 

Bismuth,  47. 

Carbonate,  710. 

Copper,  60. 

Emerald,  710. 

Hydrate,  710. 

Oxyd,  134. 

SiHcate,  4u4,  471,  510. 

Sulphate,  648. 

Sulphid.  Sulphuret,  56. 

White,  77. 
Nickel  glance,  72. 

green,  560. 

ochre,  560. 

stibine.  73. 

vitriol,  648. 
Nickel  &  cobalt.  Arsenate 

560. 

Nickel  &  iron,  Sulphuret  or 

Sulphid  of,  47. 
Nickelantimonglanz,  73. 
Nickelarsenikglanz,  72. 
Nickelarsenikkies,  72. 
Nickelbliithe,  560. 
Nickelglanz,  72. 
Nickel-G-ymnite,  471. 
Nickehferous  gray  antimony,  73» 
Nickeline,  60. 
Nickelkies,  56. 
Nickelocker,  560. 
Nickeloxydul,  134. 
Nickelspiessglanzerz,  73, 
Nickelwismuthglanz,  47. 
Nicopyrite,  47. 
Nierenstein,  233. 
Nigrine,  159. 
Niobite,  615. 
Nipholite,  128. 
Nitratine,  592. 
Nitre,  592. 
Nitrooalcite,  593. 
Nitromagnesite,  593. 
Nontronite,  461. 
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Noralite,  236. 
Nordenskioldite,  233. 
Nordmarkite,  389. 
Nosean,  Nosin,  Nosite,  333. 
Notite,  484. 
Nussierite,  535. 
Nuttallite,  319. 

Obsidian,  359. 
Ochran,  477. 

Ochre.  Antimony,  187,  188. 

Bismuth,  185. 

Brown,  172. 

Chrome,  510. 

Iron,  140. 

Molybdic,  185. 

Plumbic,  136. 

Red,  140,  167. 

Tantalic,  188. 

TeUuric,  188. 

Tungstic,  186. 

Uranic  668. 

Yellow,  172. 

Vitriol.  662. 
Ochroito,  413. 
Ockergelb,  172. 
Octahedrite,  161. 
Odoutolite,  580. 
(EUacherite,  489. 
(Erstedite.  275. 
Ogcoite,  502. 

Oil,  Genesee  or  Seneciu  725. 

Oisanite.  161,  281. 

Okenite,  398. 

Oktibehite,  16. 

Ulafit,  349. 

Oligist  iron,  140. 

Oligoclase,  346. 

Oligoklasalbit,  349. 

Oligon  spar,  688. 

Oligophyre.  348. 

Olivenchalcit,  563. 

Olivenerz,  563,  578. 

Oiivenite,  564. 

Olivine,  257. 

Omphacit,  223. 

Onegite,  169. 

Oncosin,  480. 

Ouofrite,  56,  802. 

Onyx,  I'i'o;  680. 

Oolite,  679. 

Oosite,  480. 

Opal,  198. 

Opal-allophane,  421. 
Operment,  27. 
Ophiohte,  465. 
Ophite,  464 ;  468. 
Opsimose,  511. 
Or  natif,  3. 

graphique,  81. 
Orangite,  413. 
Oravitzite,  477. 
Orichalcite,  712. 
Ornithite,  553. 
Oropion,  476. 


Orpiment,  27. 
Orthite,  285. 
Orthoclase,  352,  802. 
Orthose,  352. 
Oserskite,  694. 
Osmelite,  396. 
Osmiridium,  12. 
Ostoocolla,  680. 
Osteolite,  530. 
Ostranite  273. 
Ottrelite,'506. 
Ouvarovite,  270. 
Owenite,  507. 
Oxacalcite,  718. 
Oxalite,  718. 
Oxhaverite,  415. 
Ozarkite,  424;  329. 
Ozocerite.  Ozokerit,  732;  728, 
731,  733. 

Pachnolite,  129. 
Pacite,  81. 
Paederos,  198. 
Pagodite,  480 ;  454. 
Paisbergite,  225. 
Palseo-Natrohth,  426. 
Palagonite,  483;  222,  802. 
Paligorskite.  406. 
Palladium,  Native,  12. 
Palladium  gold,  4. 
Panabase,  100. 
Paracolumbite,  143. 
Paradoxite,  353. 
Parafan,  730. 
Paragonite,  487. 
Paralogite,  325. 
Paraluminite,  661. 
Paran thine,   Paranthite,   318 ; 

319. 
Parasite,  595. 
ParastUbite,  444. 
Parathorite,  763. 
Pargasite,  2S5. 
Parisite,  702. 
Parophite,  479. 
Partschin,  Partschinite,  293. 
Partzite,  188. 
Passauite,  324. 
Pastreite,  656. 
Pateraite,  608. 
Patrinite,  100. 
Pattersonite,  801. 
Pauht,  209. 
Pazit,  81. 
Pearl-mica,  506. 
Pearl  sinter,  199. 
Pearl-spar,  682 ;  685. 
Pearlstone,  359. 
Peastone,  v.  Pisolite. 
Pechblende,  Pecberz,  154. 
Pechkohle,  755. 
Pechopal,  198. 
Pechstein,  359. 
Pechuran,  154. 
Pectolite,  396. 


Peganite,  582. 
Pegraatolite,  362. 
Pektolith,  396. 
Pele's  Hair,  360. 
Peliom,  299. 
Pelicanite,  457. 
Pelokonite.  181. 
Pencatite,  708. 
Pennine,  Pennmite,  496. 
Pennite,  708. 
Pentaklasit,  213. 
Peutlandite,  47. 
Peplolit,  485. 
Percylite,  122. 
Periclase,  Periclasite,  134. 
Peridot,  256,  367. 
Peridoto  bianco,  255. 
Periklas,  101. 
Perikhn,  349. 
Peristerite,  349. 
Perlglimraer,  506. 
Perlit,  359. 
Perlstein,  359. 
Perthite,  356. 
Perofskite,  146. 
Perowskine,  541. 
Perowskit.  146. 
Peialite,  229. 
Petrified  wood,  196. 
Petrolene,  729,  751. 
Petroleum,  723. 
Petrosilex,  349,  363. 
Pettkoite,  631. 
Petunize,  475. 
Petzite,  51. 
Pfaffite,  91. 

Pfeifenstein,  v.  Catlinite. 
Phacolile,  434. 
Phfestine,  469. 
Pharmacolite,  554;  544. 
Pharmakochalcit,  564. 
Pharmacosiderite,  578. 
Phenacite,  Phenakit,  263. 
Phengite,  309. 
Phillipsite,  438. 
Phlogopite,  302. 
Phoenicite,  630. 
Pboenikochroite,  630. 
Phoestine,  209. 
Pholerite,  472,  473;  421 
Phonite,  327. 
Phonolyte,  359. 
Phosgenite,  703. 
Phospbid  of  iron  and  nickel,  61 
Phospbocerite,  529. 
Pbospbochalcite,  568. 
Pbosphorblei,  v.  Pyromorphite. 
Pbospboreisensinter,  588. 
Phospborgummite,  179. 
Pbospborite,  530. 
Pbosphorkupfererz,  563,  568. 
Pbospborsaures,  568,  572. 
Photicite,  227. 
Pbotizit,  227. 
Photolite,  396. 
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Phrenitoid,  326. 

Phthanyte.  196. 

Phyllite,  506. 

Phylloretin.  737;  736 

Phy&alite,  376. 

Piauzite,  753. 

Pickeringite,  653. 

Picotite,  147. 

Picranalcime,  433. 

Picrofluite,  512. 

Picrolite,  Pikrolit,  465. 

Picromerite,  642. 

Picropbarmacolite,  554. 

Picrophyll,  Pikrophyll,  220,  406. 

Picrosmme,  Pikrosmin,  405. 

Picrotanite,  144. 

Picrotephro'te,  259. 

PicrothomsoQite,  426. 

Picryte,  258. 

Pictite,  383. 

Piddingtonite.  232. 

Piedmontiie.  285. 

Pierre  grasse,  327. 

Pigotite,  7oO. 

Pihlire.  455. 

Pilsenite.  32. 

Pimelite,  510. 

Pinguite,  461. 

Pinite,  479 ;  301. 

Pinitoid,  480. 

Piotine,  472, 

Pipestone,  v.  Catlinite. 

Pirenait,  269. 

Pirop,  267. 

Pisa  [lite,  646. 

Pisolite,  679. 

Pissopiiane,  Pissophanite,  661. 
Pistacite,  Pistazit,  2S1. 
Pistomesite,  688. 
Pitcli.  Mineral,  728,  751. 
Pitchblende,  154;  179. 
Pitclistone,  3-^9. 
Pitchy  iron  ore,  5S9. 
Pitkarandite,  221,  4'i6,  452. 
Pittasphalt,  751. 
Pitticite,  Pittizit,  589. 
Pittinerz,  175. 
Pittinite,  175. 
Pittolium,  728. 
Plagioclase,  802. 
Plagionite,  89. 
Planerite,  576. 
Plasma,  194. 
Plaster  of  Paris,  637. 
Plata  azul,  804. 

bismutal,  36. 

cornea,  115. 

verde,  115,  116. 
Platinum,  Native,  10. 
Platiniridium,  11. 
Plattnerite,  167. 
Platyophthalmon,  29. 
Pleonaste,  147. 
Plessite,  73. 
Pleuroclase,  538. 


Plinian,  80. 
Phnthite,  477. 

Plomb  antimonie  sulfure,  96,  99. 
arseniate,  587. 
carbonate,  700. 
chloro-carbonate,  703. 
chlorure,  117,  119,  120. 
chromate,  628,  630. 
hydro-alumineiLx,  577. 
molvbdate,  607. 
natif.  17. 

oxychloriodur6,  120. 

oxide,  136,  163. 

seleniure,  42,  44. 

sulfate,  622. 

suhure,  40. 
Plombgomme,  577. 
Plombierite,  802. 
Plumbeine,  42. 
Plumbago,  24. 
Plumbic  ochre,  136. 
Plumbocalcite,  678. 
Plumbogummite,  577. 
Plumboresiuite,  577. 
Plumbostib,  99. 
Plumbum  candidum,  17. 

nigrum,  17. 
Plumites,  91. 
Plumose  ore,  91. 
Plumosit,  91. 
Poikilit,  44. 
PoikilopjTite,  44. 
Poiz  minerale,  728. 
Pohanite,  165. 
Pollucite,  PoUux,  249. 
Polyadelphite,  268. 
Polvargite,  480;  340. 
Polybasitc,  107. 
Polycrase,  523. 
Polychroiiite,  485. 
Polychrom,  585. 
Polyhahte,  641. 
Polyhydrite,  493. 
Polvkras,  523. 
Polylite,  216. 
Polymig-nyte,  523. 
Polvsphaerite,  535. 
Polytehte,  104;  101,  804. 
Polyxen,  lu. 
Poouahhte,  428. 
Porcelain  clay,  473. 
Porcelain  spar,  324. 
Porcellophite,  464. 
Porphyry,  359. 
Porpezite,  4. 
Porricin,  v.  Pyroxene. 
Porxite,  458, 
Porzellanerde,  473. 
Porzelanit,  324. 
Portor,  679, 
Potash  alum,  652. 
Potash,  Muriate,  111;  118. 

Xitrate,  592. 

Sulphate,  614,  615. 
Potassium,  chlorid,  111,  118. 


Potstone,  451. 
Pounxa,  V.  Borax. 
Prase,  194. 
Prasin,  568. 
Praseolite,  485;  301. 
Prasilite,  503. 
Predazzite,  708. 
Pregattit,  487. 
Prehnite,  410. 
Prehnitoid,  326. 
Preunnerite,  677. 
Prochlorite,  501. 
Prosopite,  130. 
Protheitc,  215. 
Protobastite,  208. 
Proustite,  96. 

Prussian  blue.  Xative,  558. 
Przibraraite.  169 ;  48. 
Psathyrit,  742. 
Psaturose,  106. 
Pseudoalbite,  344. 
Pseudoapatite,  531. 
Pseud  ogalena,  48. 
Pseudomalachit,  568. 
Pseudonephehne,  327. 
Pseudohbethenit,  563. 
Pseudophite.  496. 
Pseudosommite,  327. 
Pseudotriphte,  542. 
PsUomelane.  180. 
Psimythite.  624. 
Pterolite,  3<  '8. 
Puflerite,  441. 
Pumice,  359. 
Purple  copper,  44. 
Puschkinite,  281. 
Pycnite.  876. 
PVralloUte,  220,  406,  451. 
Pyrantimonite,  186. 
Pyrargillite.  485. 
Pyrargyrite,  94. 
Pjrrauxite,  454. 
Pyreneit€,  268. 
Pyrgom.  216. 
Pyrit€,  62,  802. 
Pyrites,  Arsenical,  78;  76. 

Auriferous,  62. 

Capillary.  56. 

CeUular,  75. 

Cockscomb,  75. 

Copper,  65. 

Erubescent,  44. 

Hepatic,  75. 

Hydrous,  75. 

Iron,  62. 

Magnetic,  58;  57. 
Prismatic  Iron,  75,  76i, 
Radiated,  75. 
Spear,  75. 
Tin,  68, 

Tariegated,  44. 

TVTiite  iron,  75. 
Pyraurite,  179. 
Pyrochlore,  512 ;  513. 
Pyrochroite,  177. 
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Pyroclasite,  535. 
Pyroguanite,  535. 
Pyrolusite,  165. 
Pyromelane,  803. 
Pyromeline,  648. 
Pyromorphite,  535 ;  531. 
Pvrope,  267. 
Pyrophyllite,  454. 
Pyrophysalite,  376. 
Pyropissite,  734. 
Pyroretiu,  744,  745. 
Pyroretinite,  744. 
Pyrorthite,  285. 
Pyroscheererite,  737. 
Pyrosclerite,  493. 
Pyrosiderite,  169. 
Pyrosmalite,  414. 
Pyrostibite,  186. 
Pyrostilpnite,  93. 
Pyrotechnite,  615. 
Pyroxene,  212,  803. 
Pyroxenyte,  220,  359. 
Pyrrhite,  70:"t. 
Pyrrholite,  480. 
Pyrrhosiderite,  169. 
Pyrrhotine,  57. 
Pyrrhotite,  58 ;  57,  803. 

Quartz,  189,  803. 

Ferruo-inous,  193. 

Granular,  195. 

neciique,  199. 

resinite,  198. 
Quecksilberfahlerz,  101. 
Quecksilberbranderz,  738 ;  55. 
Quecksilberhornerz,  111. 
Quecksilberlebererz,  55. 
Queller/j,  178. 
Quicksilver,  Native,  13. 

Antimonite,  547. 

Clilorid,  111. 

Horn,  111. 

lodid,  117. 

Sulphuret,  55. 

Selenid,  56. 
Quineite,  406. 

Rabenglimmer,  314. 
Radauite,  341. 
Radelerz,  96. 
Radiated  pyrites,  75. 
Radiolite,  426. 
Rahtite,  48. 
Raimondite,  656. 
Rammelsbergite,  77 ;  70. 
Randanite,  199. 
Raphanosmite,  43. 
Rapidolite,  319. 
Raphilite,  233. 

Raseneisenstein,  172,  174,  178. 

Rastolyte,  486. 

Ratholite,  396. 

Ratofkit,  123. 

Raubkalk,  682. 

Raumit,  485. 


Rauscbgelb,  26,  27. 
Rautenspatb,  682. 
Razoumoffskin,  460. 
Realgar,  26. 
Red  antimony,  186. 

chalk,  141. 

copper  ore,  133. 

hematite,  140. 

iron  ore,  140. 

iron  vitriol,  657. 

lead  ore,  628. 

manganese,  691. 

ochre,  141,  167. 

silver  ore,  94,  96. 

vitriol,  647. 

zinc  ore,  135. 
Reddle,  141. 
Redruthite,  52. 
Reichite,  677. 
Reissacherite,  181. 
Reissbley,  24. 
Refdauskite,  803. 
Remingtonite,  711. 
Remoliuite.  121. 
Rensselaerite,  451. 
ResigaUum,  26,  27. 
Resin,  Mineral,  etc.,  739-747. 

Highgate,  739. 
Retinaspbalt,  748. 
Retinalite,  464. 
Retinellite,  748. 
Retiuic  Acid,  748. 
Retinite,  739 ;  753. 
Retzbanyite,  100, 
Retzite,  v.  ^delforsite. 
Reussin,  637. 
Reussinite,  744. 
Rhaetizite,  375. 
Rhodalose,  647. 
Rhodalite,  459. 
Rhodium  gold,  41. 
Rhodizite,  596. 
Rhodochrome,  495. 
Rhodochrosite,  691. 
Rhodoial,  558. 
Rhodonite,  225. 
Rhodophyllite,  495. 
Rhombenglimmer,  302,  304. 
Rhomb-spar,  682. 
Rbyacolite,  352. 
Richmondite,  803. 
Richterite,  234;  215. 
Riemannite,  419. 
Ripidohte,  497  ;  501. 
RisigaUum,  26. 
Rittingerite,  94. 
Rock  cork,  v.  Hornblende. 

crystal,  193. 

meal,  680. 

milk  680. 

salt,  112. 

soap,  476. 
Rochlandite,  v.  Serpentine. 
Rochlederite,  744. 
Roemerite,  655. 


Roesslerite,  556. 
Rohwand,  685. 
Rogenstein,  679. 
Romanzovit,  266. 
Romeine,  Romeite,  547. 
Roschgewachs,  106. 
Rose  quartz,  193. 
RoseHte,  560. 
RoseUan,  v.  Rosite. 
Rosite,  340  ;  85,  480. 
Rothbleierz,  628. 
Rothbraunstein,  225. 
Rotheisenerz,  140. 
Rother  vitriol,  647. 
Rothgiiltigerz,  94,  96. 
Rothkupfererz,  133. 
Rothnickelkies,  60. 
Rothoffit.  268. 
Rothspiessglanzerz,  186. 
Roihspiesglaserz,  186. 
Rothzinkerz,  135. 
Rottisite,  471. 
Rubellan,  304. 
Rubellite,  365. 
Ruberite,  133. 
Rubicelle,  147. 
Rubin,  138. 
Rubinblende,  94. 
Rubinglimmer,  170. 
Ruby,  Spinel,  Balas,  Ahnaudine, 
147. 
Oriental,  138. 
Ruby-blende,  94. 
Ruby  sOver,  94,  96. 
Ruby  sulphur,  v.  Realgar. 
Ruthenium,  Sulphuret,  74. 
Rutherfordite,  526. 
Rutile,  159. 
Ryacohte,  352. 

Saccharite,  344. 
Safiiorite,  70. 
Sagenite,  159,  193. 
SahHte,  215. 
Sal  ammoniac,  1 14. 

gemme,  112. 
Salamstein,  v.  Sapphire. 
Saldanite,  649. 
Salmare,  112. 
Salmiak,  114. 
Salt,  Common,  112. 
Saltpeter,  592. 
Salts  of  Iron,  750. 
Salzkupererz,  121. 
Samarskite,  520. 
Samian  Earth,  473. 
Sammetblende,  169. 
Sammeterz,  666. 
Samoite,  478. 
Samteisenerz,  169, 
Sandaraca,  26. 
Sandbergerite,  104. 
Sandstone,  195. 
Sanidin,  352. 
Saponite,  472;  469. 


Sappare,  315. 
Sapphire,  138. 

d'eau,  299. 
Sapphiriue,  391. 
Sapphirus,  331. 
Sarcolite,  317,  436. 
Sard.  194. 
Sard  achates,  195. 
Sardinian,  622. 
Sardonyx,  195. 
Sartorite,  87. 
Saspachite,  447. 
Sassohte,  Sassohn,  594. 
Satin  spar.  637,  678. 
Satersbergite,  76. 
Saualpit.  290. 
Saussurite,  290;  321,  341. 
Saustein,  677. 
Savite,  426. 
Saynite,  47. 
Scarbroite.  421. 
Scapolite  Group,  317. 
Schaalstein,  210. 
Schabasit,  434. 
Schapbachite,  36. 
Schdtzellit.  111. 
Schaumspath,  678. 
Scheelbleispath,  606. 
SeheeUn  calcaire,  605. 

ferrugine,  601. 
ScheeHte,"tj05,  803. 
Scheelitine.  606. 
Scheelsaure,  186. 
ScheeLsaures  blei,  606. 
Seheelspath  605. 
Scheererite,  727. 
Schefierite,  215,  242. 
Sehieferspatb.  678. 
Schilfglaserz,  93. 
Schiller-spar,   469;    209,  210, 
221. 

Schillerstein,  221. 
Schlanite.  745. 
Schmelzsteiu,  326. 
Schmirgel.  139. 
Schneiderite,  399. 
Schonit.  642. 
Schorl,  205.  365. 
Schc^rl  rouge,  159. 
Schorlartiger  beril,  376. 
Schorlite.  377. 
Schorlomite,  390. 
Schorza.  281. 
Schreibersite,  61. 
Schril'terz.  Schrift-tellur,  81. 
Schrotterite,  421. 
Schulzit,  105. 
Schuppenstein,  316. 
Sch;itzit,  619. 
Schwarzbraunstein,  162. 
Schwartzembergite,  120. 
Schwarzerz.  46.  100,  106. 
Schwarzgiltigerz,  101,  106. 
Schwarzmanganerz,  162. 
Schwarzspiessglaserz,  96. 
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Schwatzite,  101. 
Schwefel,  Natiirlicher,  20. 
Schwefelantimonblei,  99. 
Schwefel kies.  62. 
Schwefelkobalt,  47. 
.Schwefelnickel,  56. 
Schwefelquecksilber,  55. 
Schwefelsiiure,  614. 
Schwefelsilber,  38,  51. 
Schwerbleierz.  167. 
Schwerspath.  616,  619. 
?>chwersiein,  605. 
Schweruranerz,  154. 
Schwimmkiesel,  199. 
Scleretinite,  744. 
Scleroclase,  87,  92. 
Scolecite,  428. 

Anhydrous,  361. 
Scolexerose,  361. 
Scorodite,  574. 
Scorza,  281. 
Scotiolite,  489. 
Scoulerite,  424. 
Sebesite,  233. 
Seeerz,  v.  Limonite. 
Seifenstein,  472. 
Seladonite,  463. 
Selbite,  804. 
Selenblei,  42. 
Selenbleikupfer,  43. 
Selenbleispath,  669. 
Selenite,  637. 
Selenkobaltblei,  43. 
Selenkupfer,  46. 
Selenkupferblei,  43. 
Selenkupfersilber,  39. 
Selenmercur,  56. 
Selenpalladium,  12. 
Seleiiquecksilber,  56. 
Selenquecksilberblei,  44. 
Selenschwefelquecksilber,  56. 
Selensilber,  39. 
Selensulphur,  21. 
Selwynite,  509. 
Semeliue,  383. 
Serai-opal,  199. 
Senarmontite,  184. 
Seneca  oil,  725. 
Sepiolite,  456. 
Serbian,  510. 
Sericite,  487. 
Sericolite,  v.  Satin  spar. 
Serpentine.  464,  804. 
Severite,  476;  460. 
Seybertite.  508. 
Sexangulites,  42. 
Shepardite.  62. 
Siberite,  365. 
Sicilianite,  619. 
Sideretine,  589. 
Siderite,  688;  193,  572. 
Sideritis,  149. 
Sideroborine.  600. 
Siderochalcit,  570. 
Siderochrome,  153. 
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Sideroclepte,  258. 
Sideroconite,  676. 
Siderodot,  688. 
Sideroferrite,  16. 
Sideromelane,  360. 
Sideroplesite,  688. 
Sideroschisolite.  504. 
Siderosilicite,  484. 
Siderose,  688. 
Siderotantal,  514. 
Sideroxene,  762. 
Siegelerde,  458. 
Siegelstein,  149. 
Siegenite.  68,  69. 
Sienite,  240,  359. 
Silber,  G-ediegen,  9. 
Silberamalgam.  13. 
Silberfahlerz,  101. 
Silberglanz,  38. 

Biegsaraer,  55. 
Silberglas.  38. 
Silberhornerz,  114. 
Silberkupferglanz,  54. 
Silberphyllinglanz,  83. 
Silberspiessglanz,  35. 
Silberwismulhglanz,  36. 
Silex,  189. 

Silice  gelatineuse,  v.  Hyalite. 
Silicified  wood,  196. 
Siliceous  sinter,  195. 
Silicite,  341. 
Silicoborocalcite,  598. 
Sillimariite,  373. 
Silvanite,  81 ;  19. 
Silver,  Antimonial,  35. 

Antim.  sulphuret,  93,  94. 

Arsenical,  35. 

Bismutliic,  36. 

Black.  106. 

Brittle  sulphuret,  106. 

Brora  io,  116. 

Carbonate,  804 

Chlorid.  114. 

Chlorobronjid,  115.  . 

Cupreous  sulphuret,  54. 

Flexible  sulphuret,  65. 

Gray  (Freieslebenite),  93. 

Horn,  114. 

Iodic,  117. 

Muriate,  114 

Native,  9. 

Red,  or  Ruby,  94,  96. 
Selenic.  39. 
Sulphuret,  38,  51. 
Sulphuret  of  Copper  and 
54. 

Telluric,  50. 

Yitreous,  38. 
Silver  glance,  38. 
Silver  ore.  Brittle,  106. 

Flexible,  55. 

Red,  or  Ruby,  94,  96. 
Sinopite,  477. 

Sinter,  Siliceous,  195,  199  • 
Sismondine,  604. 
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Sisserskite,  12. 
Skapolilh,  318. 
Sk  eroklas,  87,  92. 
Skoiibolit,  514. 
.^kolezit,  428. 
Skolopsite,  833. 
Skorodit,  574. 
Skutterudite,  71. 
Slaie-ppar,  678. 
SloMiiite,  446. 
Smaltine,  Smaltite,  70. 
Smaragdus,  245,  581. 
Smaragdite,  215,  235. 
Smaragdochalcit,  121,  401. 
Smectite,  458  ;  475. 
Smelite,  v.  Kaolin. 
Smirgel,  138. 
Smithsonite,  692;  407. 
Smyris,  139. 
Snarumite,  316. 
Soapstone,  451,  472. 
Soda,  Borate  of,  597. 

Carbonate  of,  705  ;  706. 

Muriate  of,  112. 

Nitrate  of,  592. 

Sulphate,  615;  636. 
Soda  alum,  653. 
Soda  copperas,  v.  Jarosite. 
Soda  nitre,  592. 
Soda  spodumene,  346. 
Sodaite,  324. 
Sodalite,  330. 
Sodium,  Chlorid,  112. 
Soimonite,  v.  Corundum. 
Solfatarite,  649,  653. 
Sombrerite,  535. 
Somervillite,  280,  402. 
Sommite,  327. 
Soncenstein,  v.  Sunstone. 
Soude,  V.  Soda. 
Sordawalite,  244. 
Sory,  645. 
Soufre,  20. 
Spadaite,  405. 
Spaniolite,  101. 
Spargelstein.  530. 
Spiirkies,  v:  Speerkies. 
Sparry  or  Spathic  iron,  683. 
Spartaite,  678. 
Spartalite,  135. 
SpatheisensteiD,  688. 
Spear  Pyrites,  75. 
Speckstein,  451. 
Specular  Iron,  140. 
Speerkies,  75. 
Spessartite,  268. 
Speiskobalt,  Weisser,  70. 
Sphi^rite,  587. 
Sphaerosiderite,  690. 
Sphferostilbite,  442. 
Sph^rulite,  359. 
Sphalerite,  48. 
Sphene,  383. 
Sphenoclase,  280. 
Sphragidite,  Sphragid,  458. 


Spiauterit.  59. 
Spiegelglanz.  32. 
Spiesglanzsilber,  35. 
Spiessgiauz,  Gediegen,  18. 
Spiessglauzocher,  187. 
Spiesgianzweiss,  184. 
Spiessglanzblei,  96. 
Spiessglanzblende,  186. 
Spiesglas,  18. 
Spiessglaserz,  29. 
Spiesglassilber.  35. 
Spilyte,  352. 
Spinel,  147. 
Spinel  ruby,  147. 
Spinellan,  333. 
Spinelle  zincifere,  149. 
Spinthere,  383. 
Spodumene,  228. 

Soda,  346. 
Spreustein,  426. 
Sprodglanzerz,  106. 
Sprodglaserz,  106;  107 
Sprudelstein,  696. 
Staffelite,  534. 
Stahlkobalt,  72. 
Stahlstein,  688. 
Stalactite,  679. 
Stalagmite,  679. 
Stanekite,  745. 
Stangenschdrl,  Weisser,  376. 
Stangenspath,  616. 
Stangen  stein,  376. 
Stannine,  Stannite,  68. 
Stannite,  159. 
Stanzait,  371. 
Stassfurtit,  595. 
Staurolite,  388 ;  439. 
Staurotide,  388. 
Steargillite,  459. 
Steatite,  451,  472. 
Steel  ore,  688.^ 
Steinheilite,  299. 
Steinkohle,  754. 
Steinmannite,  41. 
Steiuraark,  474,  475. 
Steinol,  723, 
Steinsalz.  112. 
StelHte,  396. 
Stephanite,  106. 
Stercorite,  551. 
Sternbergite,  54. 
Stetefeldtite,  188. 
Stibi,  29. 
Stibiconite,  188. 
Stibine,  29. 
Stibiogalenite,  591. 
Stibium,  29. 
Stiblite.  Stiblith,  188. 
Stibnite,  29. 
Stilbite,  442  ;  444. 
Stilbit  anamorpbique,  444. 

Blattriger,  444. 
Stillolite,  V.  Opal. 
Stilpnomolane,  460. 
Stilpnosiderite,  172. 


Stinkkohle,  746. 
Stimmi,  29. 
Stinkstone,  677. 
Stolpenite,  459. 
Stolzite,  606. 
Strahlbaryt,  616. 
Strahlenkupfer,  570. 
Strahlerz,  570. 
Strahlkies,  75. 
Strahlstein,  233,  281,  583. 
StrahlzeoHth.  442. 
Strakonitzite,  221,  406. 
Stratopeite,  491;  227. 
Striegisan,  575,  682. 
Stroganovite,  323. 
Stroraeyrite,  54. 
Stromit,  v.  Rhodochrosite. 
Stromnite,  699. 
Strontia,  Carbonate,  699. 

Sulphate,  619. 
Strontianite,  699. 
Strontianocalcite,  678. 
Struvite,  551. 
Stiibelite,  492. 
Studerite,  104. 
Stylobat,  370. 
Stylotyp,  Styloptypite,  9a 
Stypterite,  649. 
Stypticite,  656. 
Succineliite,  748. 
Succinite,  740;  266. 
Succinic  acid,  748. 
Sulphatite,  614. 
Sulphur,  Native,  20. 

Selenic,  21. 
Sulphuric  acid,  614 
Sumpferz,  172,  174,  178. 
Sundvikite,  340. 
Sunstone,  346,  355. 
Susannite,  626. 
Svanbergite,  590. 
Swinestone,  677. 
Syenite,  240,  359. 
Syepoorite,  47. 
Syhedrite,  442. 
Sylvan,  Gediegen.  19. 
Sylvane  graphique,  81. 
Sylvan  ite,  81 ;  19. 
Sylvine,  Sylvite,  111, 
Symplesite,  558. 
Syiitagmatite,  235. 
Szaibelyite,  594. 


Tabergite,  493,  495,  497. 
Tabular  spar,  210. 
Tachhydrite,  119. 
Tachylyte,  245. 
Tachyaphaltito,  275. 
Tsenite,  16. 
Tafelspatli,  210. 
Tagihte,  566. 
Talc,  451. 
Talc-apatite,  535. 
Talc  phosphorsaurer,  688, 
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Talo  zograpbique,  v.  Celadonite. 
Talc  chlorite,  5U0. 
Talcite,  309. 
Talcoid,  454. 
Talkeisenerz,  150. 
Talkerde-Alauu,  653. 
Talkspath,  680. 
Talkhydrat,  175. 
Talksteiumark,  873. 
Talliugite,  122. 
Tallow,  :Slmeral,  731. 
Taitalite,  365. 
Tamarite,  571. 
Taunenite,  86. 
Tantalic  ochre,  188. 
Tankite,  S3T. 

Tantale  oxyde  yttrifere,  519. 
Tantalite,  514;  518. 
Tapiolite,  518. 
Targionite,  40. 
Tarnowitzite,  694. 
Tasmanite,  746. 
Tauriscite,  644. 
TautokUn,  685. 
Tautolite,  2«5. 
Tavistockite,  582. 
Taylorite,  614. 
Teclicite,  644. 
Tekoretin,  735. 
Telesie,  138. 
Tellur,  Gediegen,  19. 
Tellurbismuth,  30. 
Tellurblei,  44. 

Tellure  auro-argentifere,  81. 

auro-plombifere,  81. 

natif  auro-ferrifere,  19. 
Tellurgoldsilber,  51. 
Telluric  bismuth,  30. 
Telluric  ochre,  1 88. 
Telluric  silver,  50. 
Tellurige  saure,  188. 
Tellurite,  188. 

TeUurium,  Bismuthic,  30,  31,  32. 

Black,  82. 

Foliated,  82. 

Graphic,  81. 

Native,  19. 

White,  Yellow,  81. 
TeUurium  glance,  v.  Nagyagite. 
Tellurous  acid,  188. 
Tellursilber,  50. 
Tellursilberblei,  v.  Sylvanite. 
Tellur\\-ismuth,  30,  31,32. 
Tengerite,  710. 
Teuuautite,  104. 
Tenorite,  136,  804. 
Tephroite,  269. 
Teratolite,  473. 
Terenite,  323. 
Ternarbleierz,  624. 
Terre  verte,  462,  463. 
Teschomacherite,  705. 
Tesselite,  415. 
Tesseralkies,  71. 
Tetartine,  348. 


Tetradymite,  30;  31,  32,  804 
Tetrahedrite,  100,  804. 
Tetraphyliue,  541. 
Texalith,  175. 
Texasite,  710. 
Thalheimit,  78. 
Thalite,  472. 
Thallite,  281. 
Tharaudite,  682. 
Thenarditej  615. 
Thermonatrite,  705. 
Thermophyliite,  465. 
Thierschite,  718. 
Thiorsanite,  337. 
Thomaite,  697. 
Thomsenolite,  129. 
Thomsonite,  424  ;  329. 
Tlioneisenstein,  688. 
Thonerde  Schwefelsaure,  631, 

649,  658. 
Thouerdephosphat,  575. 
Thorite,  413;  763. 
ThrauUte.  492. 
Thrombolite.  562. 
Thulite,  290. 

Thumite,  Thummerstein,  297. 
Thuringite,  507. 
Tiemanuite,  56,  805. 
Tile  ore.  13H. 
Tikerodite,  43. 
Tin,  Native,  17. 

Oxyd,  157. 

Sulphuret,  68. 
Tin  ore,  157. 
Tin  pyrites,  68. 
Tinder  ore,  91. 
Tinkal,  597. 
Tinkalzit,  598. 
Tu-olite,  570. 
Titaneisen,  143. 
Titane  anatase,  161. 

oxyde,  159,  161,  164. 

silico-calcaire,  383, 
Titanic  acid,  159,  161,  164. 

iron,  143. 
Titanite,  383,  805. 
Tiza,  V.  Ulexite. 
Tombazite,  72. 
Topaz,  376. 

False,  193. 

Oriental,  138. 
Topazolite,  268. 
Topazoseme,  378. 
Topfstein.  v.  Potstone,  451. 
Torbanite,  742. 
Torbernite,  Torberite,  585. 
Torrehte.  515. 
Touchstone,  195, 
Tourbe  papyracee,  746. 
Tourmaline,  365. 
Towauice,  65. 
Trachyte,  359. 
Traubenblei,  535. 
TraverseUite,  214,  221,  406. 
Travertine,  680. 


Trcmenheerite,  25. 
Tremohte,  233. 
Trichalcit€,  562. 
Trichite,  805. 
Trichopyrit,  56. 
Triclasite,  484. 
Tridymite,  805. 
Trinacrite,  484. 
Tripestone,  621. 
Triphane,  228. 
Triphyhte,  Triphyline,  541. 
Triplite,  543. 
Triploklas,  424. 
Tripolite,  199. 
Tritomite,  412;  272. 
Troilite.  57. 
TroUeite,  577. 
Trombohte,  562. 
Trona,  706, 
Troostite,  262, 
Tscheffkinite,  387. 
Tschermigite,  651. 
Tuesite,  474, 
Tufa,  Calcareous,  680. 
Tungstate  of  iron,  601. 

of  lead,  606, 

of  lime,  605. 
Tungsten,  605. 
Tungstic  acid  or  ochre,  186. 
Tungstite,  186. 
Turgite,  167. 
Tiirkis,  580. 
Turmalin,  365. 
Turnerite,  540. 
Turquois,  580 ;  572. 
Tyrite,  524. 
Tyrolite,  570. 

TTddevaUite,  144. 
Uigite,  412. 
Ulexite,  598. 
Ullmannite,  73. 
Ultramarine,  331. 
Unghwarite,  461. 
Unionite,  290. 
Uraconise.  Uraconite  668. 
Uralite,  222. 
Uralorthite,  285. 
Uranatemnite,  154. 
Uranbliithe,  6rt7. 
Urane  oxydule,  154. 
UrangUmmer,  585 ;  686. 
i  Urangreen,  667. 
Urangriiu,  667. 
Urangummi,  179. 
Uranin,  Uraninite,  154. 
Uranisches  Pittin-Erz,  175. 
Uranisches  Grummi-Erz,  179 
Uranite,  585 ;  586. 
Uranium,  Carbonate,  717. 
Oxyd,  154. 

Phosphate,  585,  586. 

Sulphate,  666,  667,  668 
Urankalk-Carbonat,  717. 
Uraumica,  585. 
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CTranochalcite,  66Y. 
Uranochre,  668. 
[Jranoniobit,  520;  154. 
Uranophaue,  805. 
Uraiiotantal,  520. 
Uranoxyd,  154. 
Uranpecherz,  154,  175,  179. 
Uranphjllit,  585. 
Uranvitriol,  666. 
Urao,  706. 
Urdite,  539. 
Urpetbite,  731. 
Uwarowit,  270. 

Valaite,  805. 

Valencianite,  352. 

Valcntinite,  184. 

Vanadite,  610. 

Vanadic  ochre,  167. 

Vanadinbleierz,  610, 

Vaaadiuite,  610. 

Vargas  ito,  220. 

Variegated  copper,  44. 

Variolyte,  344,  359. 

Variscite,  582. 

Varvacito,  166,  171,  182. 

Vauqueline,  Vauquelinite,  630. 

Velvet  copper  ore,  666. 

Verd-antique,  465,  678. 

Vermiculite,  493. 

Vermilion,  56. 

Vermoutite,  78. 

Vestau,  806. 

Vesuviauite,  276. 

Vesuvian  salt,  615. 

Vierzonite,  477. 

ViUarsite,  409. 

Villemite,  262. 

Vilnite,  210. 

Violan,  223. 

Vitreous  copper,  52. 

silver,  38. 
Vitriol,  Blue,  648 

Green,  646. 

Lead,  622. 

Nickel,  648. 

Red,  or  Cobalt,  647. 

Red  Iron,  657. 

White,  or  Zinc,  647. 
Vitriolgelb,  660. 
Vitriol  ochre,  662. 
Vitriolbleierz,  622. 
Vivianite,  556. 
Voglianite,  668. 
Voghte,  717. 
Voigtite,  307,  486. 
Volknerite,  178. 
Volborthite,  611. 
Volcanic  glass,  213. 
Volcanite,  359. 
Volgerite.  188,  806. 
Voitaite,  652. 
Voltzite,  Voltzine,  60. 
Voraulite,  572. 
Vorhauserite,  464. 


Vosgite,  343. 
Vulpinite,  621. 

Wad,  181. 
Wagit,  407. 
Wagnerite,  538. 
Walchowite,  741. 
Waldheimite,  242. 
Walkthon,  Walkerde,  458. 
Wallerian.  236. 
Waknstedtite,  686. 
Wandstein,  685. 
Warringtonite,  664. 
Warwickite,  600. 
Washingtonite,  143. 
Wasite,  806. 
Wasserblei,  32. 
Wasserbleisilber,  32. 
Wasserkies,  75. 
Water,  135. 
Wavelhte,  575. 
Websterite,  658. 
Welirlite,  32,  296. 
Weichbraunstein,  165. 
Weicheisenkies,  v.  Wasserkies. 
Weichmangan,  165. 
Weissbleierz,  700. 
Weisserkies,  75. 
Weisserz,  76. 
Weissgolderz,  81. 
Weissgiiltigerz,  101,  104. 
Weissian,  v.  Scolecite. 
Weissigite,  353. 
Weissite,  301,  485. 
Weisskupfer,  36. 
Weisslcupfererz,  75. 
Weissnickelkies,  70,  77. 
Weisspiessglanzerz,  184. 
Weissstein,  352. 
Weiss-Sylvanerz,  81. 
Weisstellur,  81. 
Wernerite,  319;  318,  324,  806. 
Wheel-ore,  96. 
WheweUite,  718. 
White  antimony,  184. 

arsenic,  183. 

copperas,  647,  650. 

iron  pyrites,  7  5. 

lead  ore,  700. 

nickel,  77. 

tellurium,  81. 

vitriol  647. 
Whitneyite,  37. 
Wichtine,  Wichtisite,  244. 
Wiesenerz,  172,  174,  178. 
Wilhelmite,  262. 
Willemite,  262. 
WiUiamsite,  262,  465, 
Wilsonite,  480 ;  323. 
Wiluite,  266,  276. 
Wiserin,  528. 
Wismuth,  Gedie'gen,  19. 
Wismuthblende,  391. 
Wisrauthbleierz,  36. 
Wismuthglanz,  30. 


Wismuth-Kupfererz,  86,  98. 
Wismuthochre,  185. 
Wismuthoxyd,  Kolens.,  716. 
WismuthsillDer,  36. 
Wismuthspath,  716. 
Withamite,  281. 
Witherite.  697. 
Wittichenite  Wittichite,  98. 
Wittingite,  491. 
Wocheinite,  174. 
Wodankies,  v.  GcrsdorfiQte. 
Wohlerite,  261,  S06. 
Wolchite,  96. 
Wolchonskoite,  509. 
Wolfram,  601. 

Wolframite,  Wolframine,  601 
186. 

Wolframbleierz,  606. 
Wolframochre,  186. 
Wolfsbergite,  85;  91. 
Wollastonite,  210;  396. 
Wolnyn,  618. 
Wood,  petrified,  196. 
Wood-opal,  199. 
Woodwardite,  666. 
Worthite,  373. 
Wulfenite,  607. 
Wundererde,  v.  Teratolite. 
Wiirfelerz,  578. 
WLirfelgyps,  621. 
Wiirfelspath,  621. 
Wiirfelzeolith,  432,  434. 
Wurtzite,  59. 

Xanthitan,  v.  Titanite. 
Xanthite,  276. 
Xanthoconite,  108. 
Xantliokon,  108. 
Xantliophyllite,  508. 
Xanthopyrites,  62, 
Xanthorthit,  285. 
Xanthosiderite,  174;  655. 
Xenolite,  373. 
Xenotime,  528. 
Xonaltite,  397. 
Xylite,  Xylotile,  406. 
Xylochlore,  415. 
Xylokryptit,  v.  Scheererite  ? 
Xyloretinite,  742. 

Yanolite,  297. 
Yellow  copperas,  655. 

copper  ore,  65. 

lead  ore,  607. 

tellurium,  81. 
Yenite,  296. 
Ypoleime,  668, 
Ytterbite,  293. 
Yttererde,  Phosph.,  528. 
Yttergranat,  268. 
Yttertinssspatb,  125. 
Ytterspath,  628,  710. 
Yttria,  Fluate,  125. 

Phosphate,  528. 

Tantalate,  519. 
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rttria,  Silicate,  804 
Yttrocalcit,  125. 
Yttrocerite,  126. 
Yttrocolumbite,  v.  Yttrotantal- 
ite. 

Yttroilmenite,  619,  520. 
Yttrotantalite,  619. 
Yttrotitanite,  387. 

Zala,  V.  Borax. 
Zamtite,  710. 
Zaratite,  710. 
Zeagonite,  418. 
Zeasite,  v.  Opal. 
Zeilanite,  147. 
Zellkies,  76. 
Zeolite  Section,  421. 
Zeolite,  Feather,  426. 

Foliated,  442,  444. 

Efflorescing,  399. 

Needle,  426. 

Pyramidal,  415. 

Cubic.  432,  434. 
Zeugite,  553. 
Zeuxite.  370. 
Zeylanite,  147. 
Zianite,  v.  Kyanite. 


Ziegelerz,  133. 
Zietrisikite,  733. 
Zigueline.  133. 
Zillerthite,  2::! 4. 
Zinc,  Arsenate,  561. 

Carbonate,  692,  711. 

hydrate  cuprifere,  570. 

lodid  and  Bromid,  122. 

Native,  17. 

oxide,  135. 

oxide  sihcifere,  262. 

Oxysulphuret,  50. 

PhosjDhate,  544. 

Red  Oxyd.  135. 

SiHcate,  262,  406. 

Siliceous  Oxyd,  407. 

Sulphate,  624,  647. 

Sulphid,  Sulphuret,  48. 
Zinc  blende,  48. 
Zinc  bloom,  711. 
Zincfahlerz,  104. 
Zinc  vitriol,  647. 
Zinc  ore,  Red,  135. 
Zincite,  135. 
Zinconise,  711. 
Zinkarseniat,  561. 
Zinkazurite,  713. 


Zinkbliithe,  711. 
Zinkenite,  88. 
Zinkglas,  407. 
Zinkit,  135. 
Zinkkieselerz,  407. 
Ziukosite,  624. 
Zinkoxyd,  135. 
Zinkphyllit,  544. 
Zinkspath,  692. 
Zinkvitriol,  647. 
Zinn,  G-ediegen,  17. 

Geswefeltes,  68. 
Zinnerz,  157. 
Zinnkies,  68 
Zinnober,  65. 
Zinnstein,  157. 
Zinnwaldite,  314. 
Zippeite,  667. 
Zircon,  272. 
Zirconite,  273. 
Zoisite,  290,  806. 
Z51estein,  619. 
Zorgite,  43. 
Zundererz,  91. 
Zurhte,  280. 
Zwieselite,  643, 
Zygadite,  352. 
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PREFATORY  NOTE. 


This  Appendix,  prepared  with  the  co-operation  of  Professor  Da^a,  is  intended  as  one  of 
a  series  to  be  published  from  time  to  time.  It  includes  descriptions  of  87  minerals  an- 
nounced as  new,  and  also  some  important  facts  regarding  a  few  old  species,  published  since 
the  appearance  of  the  JVIineralogy  in  1808. 

An  alphabetical  arrangement  is  adopted  for  convenience  of  reference.  The  species  in- 
cluded, arranged  according  to  the  general  subdivisions  in  the  classification  of  minerals,  are 
as  follows: — 

1.  Native  Elements. 
1.  Diamond.  I  2.  Maldonite. 


2.  SulpMds,  Arsenids,  etc. 


3.  Arsenical  Cobalt,  Einfach-Arsenik-Cobalt. 

4.  Be}Tichite. 

5.  Diaphorite. 

6.  Dyscrasite  :  Stibiotriargentite,  Stibiohex- 

argentite. 

7.  Epiboulangerite. 

8.  Epigenite. 

9.  Glaucopyrite. 
10.  Julianite. 


11.  Klaprotholite. 

12.  Metaciunabarite. 
18.  Orileyite. 

14.  Osbornite. 

15.  Polyargyrite. 

16.  Rionite. 

17.  Tellurwismuthsilber. 

18.  AYolfachite. 

19.  Sylvanite. 


3.  Chloride,  Fluorids. 

20.  Xadorite,  Sb,  Pb,  CI,  0.  I  22.  Ralstonite,  Al,  Fl,  H. 

21.  Xantokite,  Cu^  CI.  |  23.  Sellaite,  Mg  Fl. 


24.  Chrompicotite  (Spinel  group). 

25.  Ilsemannite,  Mo4-4Mo. 

26.  Jacobsite  (Spinel  group). 

27.  Lithiophorite  (near  Asbolan). 


4.  Oxyds. 

28.  Xamaqualite  (near  Hydrotalcite). 

29.  Rabdionite. 

30.  Brookite. 

31.  Tridymite. 


5.  Anhydrous  Silicates. 

32.  Amblystegite  (Hypersthenite).  36.  Bismutoferrite. 

33.  Aspidolite  (]Mica  Group).  37.  HortonoHte  (ChrysoKte  Group). 

34.  Asteroite  (Pyroxene).  38.  Monzonite.  ■ 

35.  Barettite.  39.  Roeppeadte  (Chrysolite  Group). 


iv 
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6.  Hydrous  Silicates. 


40.  Antillite  (near  Serpentine). 

41.  Aquacreptite  (near  Hydrophite). 

42.  Cyanochalcite  (near  ChrysocoUa). 

43.  Diabantachronnyn  (Chlorite  Group). 
Ai.  Ephesite. 

45.  Epiphanite  (near  Eukamptite). 
40.  Euralite  (near  Delessite). 

47.  Giimbelite  (near  Finite). 

48.  Hallite. 

49.  Hypochlorite. 

50.  Ivigtite. 

51.  Milarite  (a  Zeolite  ?). 


52.  NEesumite. 

53.  Nigrescite. 

54.  Plumballophane. 

55.  Restormelite. 

56.  Reissite  (near  Monophane). 

57.  Talcosite. 

58.  Uranotil. 

59.  Westanite  (near  Worthite). 

60.  Lesleyite, 

61.  Pattersonite. 
63.  Selwynite. 


7.  Tantalates,  Columhates, 
63.  Ferroilmenite  (Columbite).  |  64.  Kochelite  (near  Fer^onite), 


65.  Andre wsite. 

66.  Coeruleolactite. 

67.  Durangite. 

68.  Guano  Phosphates. 

69.  Isoclasite. 

70.  Kollophan. 

71.  Lime-Wavellite. 


8.  Phosphates^  Arsenates^  etc. 


72,  Liinebergite. 

73,  Montebrasite  (Amblygonite), 

74,  Redondite. 

75,  Sarcopside  (Triplite). 

76,  Trogerite, 

77,  Walpurgite, 

78,  Zepharovichite. 


79.  Sussexite. 


9.  Borates. 

1  80,  Winkworthite. 


81,  Wolframite. 

82.  Eosite, 


10.  Tungstates^  MolyMates,  Vanadates. 

I  83,  Pucherite, 
84.  Vanadiolite. 


85,  Guano  Sulphates. 

86,  Caledonite. 

87,  Simonyite. 


11.  SulpJiates,  Chromates. 


88,  Laxmannite, 

89.  Phosphochromite. 


90,  Bastnaesite  (Hamartite). 


12.  Carbonates,  Oxalates. 

I  91,  Guano-oxalates. 


92.  Ambrosine, 

93.  Rosthomite. 


13.  Carho-hydrogm  Compounds. 

94,  Trinkerite. 

95.  Wollongongite. 
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1.  Minerals  described  as  new  species, 

411.  AntilUte. — A  name  given  by  C.  U.  Shepard  to  a  substance  he  considers  to  be  a 
hydrated  bronzite.  It  occurs  both  massive  and  crystalline,  presenting-  minute  coppery 
laminge,  with  a  fibrous  cleavage.  H.  =3'5-4.  G.  =2  52.  Color  dark  greenish-biwvn.  An 
analysis  gave  Si  39-30,  Mg  36-12,  Fe  6-70,  H  16-79,  with  traces  of  Cr.  Ca.  K=98-91.  This 
composition  approaches  that  of  serpentine  or  deweylite.  (Appendix  to  Catalogue  of  Meteor- 
ites, Amherst,  Mass.,  January  1,  1872). 

235.  Ambltstegite. —  G.  vom  Rath,  Pogg-.  Ann.,  cxxxviii.  531. 

Orthorhombic :  i-l  A  /=135    50',  i-l  A  1-2  =  119=  26',  \-i  A  i-i=163'  47',  ^  *  a  i 
98'  67'.    Cleavage  not  observed.    Hardness  nearly  equal  to  quartz.    G.  =3-454.  Lustre 
adamantine -vitreous.    Color  brown  to  reddish-brown.    Streak  greenish-gray.  Translucent. 
Fracture  conchoidal.   Analysis,  G.  vom  Hath  (1.  c.) : 

Si  ^1  Fe  Mg  Ca 

49-8  5-05  25-6  17-7  0-15=98-30 

Only  half  a  gram  was  available  for  analysis,  and  the  state  of  oxydation  of  the  iron  was 
not  determined.  B.  B.  difficultly  fusible  without  intumescence  to  a  black  glass.  Not  de- 
composed .by  muriatic  acid.  Found  at  Lake  Laach.  Amblystegite  is  closely  related  to 
hypersthenite  in  form  and  chemical  composition.  Y.  v.  Lang  has  recently  discovered  crys- 
tals of  hypersthenite  in  the  meteorite  of  Breitenbach  which  give  the  same  planes  as  ambly- 
^cegite.  and  vom  Rath  now  announces  (Jahrb,  IMin.,  1871,  642)  the  identity  of  his  supposed 
new  si^ecies  with  hypersthenite. 

799  B.  Amerosine.    C.  U.  SJiepaTd,  Rural  Carolinian,  i.  p.  311. 

In  rounded  masses.  Color  yellowish  to  clove-brown.  Fracture  conchoidal.  Lu.stre, 
resinous.  Becomes  electric  on  friction.  Melts  at  about  460' F.  to  a  clear  yellowish  hquid  ; 
softens  at  a  lower  temperature.  Gives  off  "succinic  acid before  melting  ;  on  fusion  gives  an 
agreeable  balsam  odor,  unlike  that  from  the  resins  of  ordinary  ijines,  and  a  dark  brown  non- 
volatile tluid  remains  as  long  as  the  melting  heat  is  kept  up.  Combustible,  leaves  no  ash. 
Soluble  for  the  most  part  in  oil  of  turpentine,  alcohol,  ether,  and  chloroform,  as  also  in  pot- 
ash. Found  in  the  phosphatic  beds  near  Charleston,  S.  C,  having  originated  in  the  eocene 
formation. 

'    Andrewsite.    N.  S.  Mnskeli/iie,  Chem.  News,  xxiv.  99. 

In  globular  disks  with  radiated  structure  resembling  wavellite.  G.  =3-475.  Color  bluish- 
green.  Composition,  a  hydrous  phosphate  of  iron  and  copper.  An  average  of  four  deter- 
minations gave  10'82  per  cent,  of  copper;  and  according  to  Maskelyne  .the  analj'ses  (not 
given  in  the  article  quoted)  ''justify  the  formula  3  (Fe  P,  Fe  H^j  Cu^  P,  in  which,  how- 
ever, a  portion  of  the  feme  phosphate  is  replaced  \>j  ferrous  phosphate,  as  in  vivianite  is 
frequently  the  case  with  the  two  phosphates." 

Occurs  :;n  Cornwall  on  a  quartzose  veinstone  associated  with  limonite  and  gothite,  and 
interpenetrated  with  a  mineral  resembling,  if  not  identical  with,  dufrenite.  Requires  further 
description. 

71  A.  Arseniml  cobalt.  Under  the  title  Bin f ((c7i-a7'semk-cobaU,  Kenngott  calls  attention 
to  a  mineral  which  appears  to  be  hexagonally  crystallized  arsenid  of  cobalt,  occui-ring  with 
barite  and  quartz  at  Bieber  (Jahrb.  Min.,  1869,  754). 

*  This  appendix  contains  descriptions  of  minerals  announced  as  new  since  the  publication  of  this  work  in  1868. 
A  few  notes  are  addeil  at  the  end.  on  previously  described  species.  It  has  been  prepared  by  Prof.  G.  J.  Brush.  The 
bliick-faced  figin-es  iiiiliratr  the  nmaber  of  the  species,  as  arranged  in  the  claasiticatiou  adopted  in  the  Mineralogy. — 
New  Haven,  March  1.  Ic>'i2. 
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288  A.  AsPiDOLiTE.— Aspidolith,  F.  x.  Eohell  Ber.  Ak.  Miinclien,  Jklarcli  6,  1869. 

Orthorliombic :  in  prisms  gi\'ing  approximatively  120  and  60'.  The  smaller  sides  show 
reentering  angles  from  t^\^nning.  or  an  aggregation  of  several  crystals,  gi%'ing  the  base  an 
oval  shield-like  appearance.  Optically  biaxial,  with  the  divergence  angle  11'  55  for  the 
red  rays.  Bisectrix  normal  to  cleavage  plane.  H.  =1— 2.  G.=2-72.  Lustre  pearly,  sub- 
metallic.  Color  olive-green,  in  thin  leaves  brovraish-yeUow.  Fohated,  leaves  flexible,  but 
not  elastic.    An  analysis  afiforded  von  KobeU : 

Si  ^1  Mg  Fe  Xa  K  H 

46-44         10-50         26-30         9  00         4-77         2-52         1 -33=100-86 

The  oxygen  ratio  of  fi,  and  Si  is  14-16  :  4-91  :  24*66,  or  3  :  1  :  5.  The  compositioE 
approaches  that  of  a  soda  phlogopite. 

B.  B.  exfoliates  like  vermiculite,  giving  water  in  the  closed  tube.  In  the  forceps  diffi- 
cultly fusible  to  a  dirty  gray-white  glass.  Entirely  decomposed  by  muriatic  acid,  leaving  the 
silica  in  pearly  scales. 

Found  in  ZiUerthal,  in  Tyrol,  associated  ^vith  chlorite. 

238.  Asteroite—A.  name  given  to  a  variety  of  stellate  radiated  pyroxene,  from  Xordmark, 
in  Sweden,  by  L.J.  Igelstrom  (B.  and  H.  Ztg.  xxix.  8,  1870j.  It  is  ash-gray  to  white  in 
color,  has  a  silky  lustre,  is  opaque,  becomes  bronze  color  on  exposure.  AnaWsis  gave  Si 
48-48,  Fe  22-24,"'AIn  4*12,  Ca  17-00,  Mg  418.  ignition  2-83=98-85.    The  oxygen  ratio  of 

to  §i  is  1:2.  It  is  a  pyroxene  near  hedenbergite,  but  containing  a  portion  of  the  iron 
replaced  by  manganese. 

415  B.  Aquacreptite.— C.  TT.  STieparcl  Am.  J.  Sci.  11.  xlvii.  256. 

Massive,  occurring  in  irregular  polyhedral  fragments,  with  flat  or  concave  surfaces. 
H.=:2-5.  G.=2-05 — 2*08.  Lustre  dull  Color  yellowish-brown.  Streak  orange -yellow.  Brit- 
tle.   Adheres  to  the  tongue.    Falls  to  pieces  in  water,  with  a  crackling  noise. 

Analyses — 1.  C.  U.  Shepard;  2.  J.  H.  Eaton  [I.  c.)  : 

Si  ^1  Mg  Fe  H 

1.  41  00  4-00  17-60  13-30  23  00=98-90 

2.  43-03  5-56  19-58  12  30  17-40=97*87 

Decomposed  by  muriatic  acid.  Found  in  a  vein  in  serpentine,  at  Westchester,  Pa.  It  is 
near  hydrophite.    Xeeds  fiu'ther  investigation. 

732  A.  Bastnasite.  ff?jot,  Min.  i.  296  (1841).  Basiskfluorcerium,  Hmnrje7\  CEf.  Ak. 
Stockh.,  1838,  189.    Hamartite,  A.  E.  Xordmskiokl  GEf.  Ak.  Stockh.,  1868.  399. 

The  so-called  basic  fluorid  of  cerium,  from  Bastniis,  examined  by  Hisinger,  has  been 
reexamined  by  A.  E.  Xordenskiold,  and  sho%vn  to  be  a  fluo-carbonate.  As  the  name  basic 
fluorid.  or  hydrofluocerite.  conveys  an  incorrect  idea  of  the  composition  of  the  mineral, 
Xordenskiold  gives  it  the  new  name  liamartite^  overlooking  the  fact  that  Huot  had  already 
named  the  mineral  bastidhite^  after  the  locality. 

Orthorhombic  ? — Found  in  small  masses  imbedded  between  allanite  crystals.  Shows  dis- 
tinct cleavage.    H.  =4.    G.=4*93.    Lustre  greasy.    Color  wax-vellow. 

Composition  Ce  F-}-2  (Ce,  La)  C  =  La  46-15,  Ce  3-87,  Ce  21'12,  C  20-20,  F  8  72  =  100. 
Analysis  by  Xordenskiold  (1.  c. ) — 

C  La  Ce  H  F— O 

19-50  45-77  28-49        ^     I'Ol  (5 -23)  =  100 

Nordenskiold,  having  shown  by  direct  determination  that  but  1-01  per  cent,  water  exists 
in  the  mineral,  and  that  the  balance  of  loss  on  ignition  is  carbonic  acid,  finds,  on  recalcu- 
lating Hisinger's  early  results  with  this  correction,  a  close  correspondence  with  the  above, 
^iz. ,  La,  Ce,  73-59,  C,  H  19-11,  F — O,  5-76.  Si  1  25  =  99-71.  The  direct  determination  of 
fluorine  by  Hisinger  gave  9  "95  per  ct. 

In  the  closed  tube  gives  but  little  water,  blackens,  then  becomes  whitish-yellow  and 
opaque  ;  also  gives  a  weak  reaction  for  fluorine.  Infusible.  "With  acids  effervesces  slightly. 
With  sulphuric  acid  gives  o£E  fluohydric  acid,  even  after  ignition.  Fovmd  only  at  the  Bastniia 
IVIine,  Riddarhyttan,  Sweden.  The  percentage  comijosition  brings  this  mineral  near  kisch- 
timite  (p.  703;.  It  also  resembles  kischtimite  in  some  of  its  physical  characters,  aid  further 
investigation  may  prove  these  minerals  to  be  identical. 
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Barcttite.  A  name  given  bv  Bombicci  to  a  mineral  from  Traversella  in  the  province  oi 
Ivrea.  having  the  following  characters  : — Occurs  in  nodular,  radiated,  and  fibrous  masses. 
H.=2-.").  G-.- 2-5.  Color  apple-green.  Streak  white.  Feel  soapy.  Analvsis  gave  Si  30  00, 
Ca  3:3-70,  Mg  10  00,  Fe  7-20,  Al  100,  C  Ol.  H  1-2.  with  a  small  amount  of  .sulphimc  acid, 
and  probably  also  containing  phosphoric  acid  and  alkalies.  (Atti  della  Soc.  Ital.  di  Sc.  Xat. 
xi.,  in  Jahrb.  Min.,  1868,  750. 

66  A.  Beyrichite.    K.  Th.  Liebe.  Jahrb.  ^lin.,  1871,  840. 

Hexagonal  ?  Occurring  in  screw-shaped  groups,  radiated  in  structure,  the  constituent 
prisms  of  which  are  about  70  mm.  long  and  8  mm.  "^sade.  One  terminal  plane  makes  an  angle  of 
81 '  with,  the  vertical  axis  ;  a  second,  rarer,  inclines  to  the  first  at  an  angle  of  144  .  the  angle  of 
the  rhombohedron  of  millerite.  Cleavage  rather  perfect  parallel  to  the  first  of  these  planes, 
and  no  other  cleavage  direction  observed,  so  that  the  rhombohedral  character  of  the  crystals 
is  not  certain. 

H=3 — 3  o.  G.=4-7.  Lustre  metallic.  Color  lead-gray.  Composition  3  Xi  S +  2  Xi  S'-=S 
43 '21,  Xi  o0'79  — 100.    An  analysis  by  Liebe  gave  : 

S  Fe  Xi 

42-86         2-79  54-23=99-88 

B.  B.  in  the  closed  tube  decrepitates  and  gives  a  sublimate  of  sulphur,  on  charcoal  fuses 
to  a  brass-yellow  magnetic  globule.  Soluble  in  nitro -muriatic  acid,  yielding  an  emerald 
green  solution. 

From  Lammrichs  Kaul  ]\line  in  Westerwald,  where  it  is  associated  with  millerite. 

Bisinutofernte.  A.  Frenzel.  J.  pr.  Chem.,  IL .  iv.  355.  This  name  has  been  given  to 
a  so-caUed  hypochlorite  from  Schneeberg.  having  H.  =1-2.  G.  =4'47.  and  containmg  Si  23 '08 
Fe  33 '33.  Bi  43'26=:99'67.  Frenzel  further  distinguishes  two  varieties  of  hypochlorite, 
a/itimoni/-7ii/poc7ihrite  h'om  Jivixmisdori.  and  hisrauth-hypocTdorite  ixova.  Schneeberg;  both  of 
these  are  stated  to  be  mixttu-es,  and  not  homogeneous  minerals. 

189.  Chrompicotiie.    T.  Petersen.  J.  pr.  Ch..  cvi.  137, 

A  variety  of  chromite  occurring  in  rounded  octahedrons.  H=8.  G.  =4'115.  Lustre  vit- 
reous to  greasy.    Color  black.    Analysis  by  T.  Petersen  and  K.  Senfter  (1.  c.)  afforded  : 

^  ^1  Fe  Mn  Co.  Xi  % 

56-54        12-13         18  01  0-46  tr.  14*08  =  101 22 

This  composition  does  not  differ  much  from  that  of  the  magnesian  altimina  chromite  from 
Baltimore,  analyzed  by  Abich  (Anal.  3.  4.  p.  153).  and  that  from  Lake  Memphramagog, 
examined  Viy  Hunt.  If  this  variety  is  to  have  a  new  name  it  should  have  reference  to  chro- 
mite rather  than  picotite.  a  magnesia  iron  alumina  spinel  with  only  7  per  cent,  of  chromic 
oxyd.    Its  hardness  is  the  chief  character  which  favors  its  being  classed  with  picotite. 

From  Dun  Mountaiu.  Xew  Zealand. 


554  C.  CoEErLEOLACTiTE.    Coeruleolactin,  T.  Petersen.  Jahrb.  Min.,  1871,  353. 

Crypto -crystalline  to  micro-crystalline.  Fracttire  uneven  to  conch oidal.  H.=5.  G.  = 
2-552  —  2-593.  Color  milk-white  passing  into  light  copper-blue.  Streak  white.  Composi- 
tion: AP,  P--F10  H  =  P  36-74,  Al  39-37.  H  23-29.    Analysis  by  Petersen  (1.  c.) : 

P  Al        Fe        Cu      2n      Ca        %       Si        F  H 

36-33     35  11     0-93     1  40     tr.      2-41     0  20     1-82     tr.      21-23  =  99-43 

Excluding  the  iron  (supposed  to  exist  as  limonite).  the  silica,  and  copper,  lime  and  magnesia 
with  sufficient  phosphoric  acid  (  =  'i  'l1  P)  to  make  an  ortho-phosphate,  and  calculating  the 
remaining  coustitueuts  (89-26  p.  c. )  up  to  100  we  have  for  the  true  composition  of  the  min- 
eral, according  to  Petersen.  P  37  04,  Al  39-34.  H  23  62,  corresponding  very  closely  \vith  the 
above  formula.  B.  B.  decrepitates,  infusible,  on  charcoal  turns  reddish-gray.  With  cobalt 
solution  gives  a  deep  blue.  ^Moistened  ^\-ith  sulphui-ic  acid  colors  the  flame  green.  AVith 
the  fluxes  gives  a  faint  reaction  for  copper.  Soluble  in  mineral  acids,  also  in  fijxed  caustio 
alkalies. 

From  the  Rindsberg  Mine  near  KatzeneUnbogen,  Xassan.. 
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346.  Cyanochalcite.    R.  Hemiann,  J.  pr.  Chem.,  cvi.  65. 

Massive.  H.  =4"5.  G.  =:2"79.  Lustre  glistening-  to  dull.  Color  azure-blue.  Fracture 
even  and  compact.    Brittle.    Analysis  by  R.  Hermann  : 

Si  1^  Cu  H 

26-90        6-95        49-63  16-52. 

According  to  Hermann,  this  shows  the  composition  to  be  equivalent  to  1  atom  oi 
libethenite,  and  9  atoms  of  chrysocolla.  It  is  evidently  a  substance  of  like  character  with 
the  demidolfite  of  XordenskiGld.  In  the  tube  gives  off  water  and  becomes  black.  With  the 
fluxes  reacts  for  copper.    Decomposed  by  acids  without  gelatinization. 

Occurs  at  Nischne-Tagilsk.  , 

452.  Diahi(ntf(cltronni/n.  A  name  given  by  Liebe  (Jahrb.  Min.,  1870,  1)  to  a  chlorite -like 
mineral  occurring  in  the  diabase  of  Yoigtland  and  Frankenwald,  and  which  contributes  to 
the  green  color  of  the  rock.  It  is  found  in  seams  and  clefts,  sometimes  in  amygdules  and 
lining  cavities  in  the  rock.  In  some  occurrences  of  diabase  it  forms  the  chief  binding  or 
cementing  material,  and  is  apparently  a  product  of  the  alteration  of  the  augitic  constituent 
of  the  diabase.  Compact,  breaks  with  a  conchoidal  fracture,  sometimes  fibrous.  Lustre  dull. 
Color  greenish-black,  in  thin  splinters  chrome-green.  H.  =2.  G.  =2-81  — 2-93.  Composition, 
analyses  by  Liebe : 

Si        ^1       IPe       Fe       Mg  H 

1.  Reinsdorf  30  27    11-16    26-94   21  22  10-20=99-79 

2.  Landesfreude  29-37    12-00    25-63    21-01  11-27=99-28 

3.  Hollethal  29-85     9-07    26-60    17  92   15-81=99  25 

4.  Trilloch  31-25    10  03    3-47   23  52    19-73    11  37=99  37 

5.  Griifenwart  (fibrous)    31-56    12-08    21-61    22-44  11-78=99-47 

Oxygen  ratio  for  §i,  11  in  the  last  analysis  is  13-8  :  5-8  :  16-4  :  10-5.    In  the  closed 

tube  yields  water.  B.  B.  turns  brown  and  fuses  readily  to  a  grayish-black  glass,  gives  with 
salt  of  phosphorus  reactions  for  iron  and  silica.  Soluble  in  cold  muriatic  acid  with  deposi- 
tion of  pure  w^hite  silica,  with  nitric  acid  gives  off  red  nitrous  fumes  leaving  a  reddish-brown 
residue  of  silica. 


113  A.  Di.\rnoRiTE.     V.  v.  Zepharovich,  Sitzb.  Ak.  Wien,  Ixiii.  130. 

In  endeavoring  to  ascertain  the  cause  of  the  difference  of  the  views  of  crj^stallographers 
in  regard  to  the  crystallization  of  freieslebenite,  Zepharovich  has  discovered  that  the  speci- 
mens referred  to  this  species  belong  to  two  distinct  crystalline  systems,  although  chemi- 
cally they  are  identical.  He  retains  the  name  of  freieslebenite  for  the  monoclinic  form, 
and  names  the  new  orthorhorabic  mineral  diapJi&rite.  The  following  planes  were  observed : 
M,  i-t,  i-S,  I  ^•2-,         «-5,  ^-5,  i-fl,  ^-l,  1-2,  l-l,        2-i,  ^-S,        j,  h  1-2  3-3, 

1-4.  Cleavage  not  observed.  Fracture  uneven  to  sub-conchoidal.  H.  =2-5-3.  G.=5-902, 
(Freieslebenite  G.  =6-35).  Lustre  metallic.  Color  steel-gray.  Brittle.  An  analysis  of  the 
mineral  from  Przibram  gave  Helmhacker  (B.  and  H.  Jahrb.  xiii.  379) : 

S  Sb  Pb  Ag  Fe  Cu 

20-18       26-43      28-67       23  44      0-67  0-73=100-12 

corresponding  closely  with  the  earlier  analysis  by  Payr  (this  Min.  Anal.  4.  p.  93).  These  ana- 
lyses Zepharo^-ich  refers  to  diaphorite,  as  no  freieslebenite  occurs  at  Przibram.  The  pyro- 
gnostic  characters  of  both  species  are  the  same.  Diaphorite  occurs  at  Przibram  and  Briiunsdorf 
exclusively,  while  at  Freiberg  it  is  found  with  freieslebenite.  The  name  diaphorite  waa 
formerly  used  for  an  altered  rhodonite  related  to  aUagite. 

503  A.  DuRANGiTE.    O.  J.  Bimsh,  Am.  J.  Sci.,  II.  xlviii.  179,  Sept.,  1869. 

Monoclinic.  Form  of  crystal  like  that  of  keilhauite  (p.  387),  omitting  0  and  — 2^,  and 
adding  4i.  Cleavage  parallel  to  /,  distinct,  giving  110'  10',  J.  M.  Blake.  H.  =5.  G.  = 
3  -95-4.03.  Lustre  vitreous.  Color  bright  orange-red.  Streak  cream-yellow.  Analysis,  G. 
J.  Brush  (1.  c.)  : 

Is                                            Mn             ISTa             Li             F— O 
55-10        20-68          4-78           1*30          11-66         0-81           (5 -67)  =  100. 
53-22'       20-09  5-06  1  28  11  86         0  70   

a  Too  low. 
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The  oxyg-en  ratio  of .  R,  S  and  Is  is  3-74  :  11-07  :  19-16,  or  nearly  1:3:5,  giving  the 
formula  (4  R'  +  f  R)  As,  in  which  a  portion  of  the  oxygen  is  replaced  by  flaorine. 

In  the  closed  tube  blackens  at  a  moderate  temperature,  but  regains  its  color  on  cooling ; 
at  a  higher  heat  fuses  easily  to  a  yellow  glass  and  gives  a  faint  white  volatile  sublimate, 
etching  the  tube  slightly.  The  same  in  the  open  tube,  with  evolution  of  acid  fumes.  r(  d- 
denmg  litmus  paper.  On  charcoal,  B.  B.  fuses  readily  and  gives  a  white  sublimate  with  i 
strong  arsenical  odor  in  R.  F.  With  soda  and  charcoal  powder  in  a  matrass  yields  a  suVili- 
mate  of  metallic  arsenic.  With  the  fluxes  reacts  for  iron  and  manganese.  In  the  forceos 
fuses  at  2,  giving  an  intense  soda  flame.  Decomposed  by  sulphuric  acid  with  evolution  of 
fluohydric  acid. 

Found  near  Durango  in  Mexico.  The  chemical  composition  of  this  mineral  places  it 
near  amblygonite,  an  analogous  fluo-phosphate,  although  the  form  of  durangite  is  monoclinic 
while  amblygonite  is  triclinic. 

35.  Dyscrasite.  T.  Petersen  (Pogg.  Ann.,  cxxxvii.  377),  in  a  review  of  the  analyses  of 
dyscrasite,  endeavors  to  show  that  there  are  two  native  compounds  of  antimony  and  silvei, 
to  one  of  which  he  gives  the  name  stihiotriargentite  (Ag^  Sb-),  and  the  other,  sUhiohe.varyeii- 
tite  Ag«  Sb-.  The  former  has  a  density  of  9-611-9 -77,  and  the  latter  10-027.  All  recorded 
analyses  that  do  not  give  one  of  these  formulas  he  considers  either  to  be  erroneous  or  to 
have  been  made  on  a  mixture  of  the  above  minerals. 

617  A.  EosiTE.  A.  ScJirauf^  Min.  Beobachtungen,  ii.  20,  in  Sitzb.  Ak.  "Wien,  February, 
1871. 

Tetragonal,  in  minute  octahedrons  mm.  diam.)  a  :  b  :  c=l*3758  :  1  :  1.  (Basal  angle 
of  octahedron  125°  40').  Inclination  of  basal  plane  to  octahedral  117^  10'.  H.  =3—4  Color 
deep  aurora-red,  between  that  of  crocoite  and  realgar,  and  much  darker  than  red  wulfenite. 
Streak  brownish  orange-yellow.  Heated  in  the  closed  tube  darkens,  but  regains  its  color  on 
cooling.  Fused  with  bi-sulphate  of  potash  gives  a  mass  which  is  light  yellow  while  hot, 
becomes,  on  cooling,  first  reddish-brown  and  finally  bro^vnish  orange-yellow.  This  dissolved 
in  water  and  boiled  with  tin-foil  colors  the  solution  faint  greenish-blue.  Not  so  rapidly  acted 
upon  by  muriatic  acid  as  crocoite  or  wulfenite.  When  a  splinter  of  eosite  is  placed  on  a  glass 
plate,  and  treated  with  muriatic  acid,  with  subsequent  addition  of  alcohol,  and  then  gently 
evaporated,  it  affords  a  blue  to  bluish-green  coating,  with  a  green  precipitate  on  the  edges. 
From  these  reactions,  and  a  series  of  comparative  tests  made  with  crocoite,  wulfenite,  and 
vanadinite,  Schrauf  concludes  that  eosite  is  vanadio-molybdate  of  lead.  Found  implanted  in 
very  minute  crystals  on  pyromorphite  and  cerussite  at  Leadhills,  Scotland. 

122  A.  Epiboulangerite.    if.  Wehsky,  ZS.  G-.  Ges.,  1869,  p.  747. 

Orthorhombic  ?  occurring  in  striated  prismatic  needles  G.  =6 '809.  Lustre  metallic.  Color 
dark  bluish  gray,  almost  black.    Structure  granular,  acicular.    Analyses,  1.2,  Websky  (1.  c.j: 

S  Sb  Pb  M  Fe  Zn 

1.  Granular.    21-89       20-77       56-11        0-20       O'OO  0-29=99-86 

2.  Needles.     21-31        20-23       54-88       0-30       0*84       1-32=98  88 

Websky  considers  the  mineral  as  probably  a  product  of  the  decomposition  of  Boulangerite, 
from  which  it  differs  in  containing  more  sulphur  and  correspondingly  less  antimony.  Found 
with  galena,  pyrite,  blende,  and  mispickel,  at  Altenberg  in  Silesia. 

132  A.  Epigenite.  T.  Petersen^  Pogg.  Ann.,  cxxxvi.  502,  Arsenikkupferwismutherz, 
Epigenit.  Sandbcrger. 

Orthorhombic,  observed  planes,  /,  l--^,  l-i.  i A  1-^=110"  50'.    H,  =3-5.    Lustre  feebly 
metallic.    Color  steel-gray.    Streak  black.    Fracture  granular. 
Composition  6R  S-|-As-  S''.    Analysis,  Petersen  (1.  c.) : 

S  As  Fe  Cu  Bi         Ag  Zn 

1.  31-57         12-09         13-43         40-32         2-12  tr.=99-53 

2.  32-34         12-78         14  20  40-68=100-00 

No.  2  is  No.  1  after  deducting  the  2-12  Bi  which  was  present  as  intermingled  wittichenite, 
and  as  such  was  combined  with  1-84  Cu  and  0-98  S.    In  the  closed  tube  gives  first  sulphur 
then  sulphid  of  arsenic.    B.B.  on  charcoal  gives  an  arsenic  reaction  and  a  magnetic  slag 
with  copper  globules.    Soluble  in  nitric  acid  with  separation  of  sulphur. 
Occurs  sx)aringly  at  Neugliick  Mine  in  Wittichen, 
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289.  E-pifiliaidie.  /^r^'^^from.  CEf v.  Ak.  Stockh.,  1868,  p.  29.  This  name  has  been  given  tc 
a  chlorite  like  mineral  from  T varan  in  Wennland,  Sweden.  The  composition  Igelstrom  found 
to  be  Si  87-10,  ^121-13,  Fe  20-00.  Mn  tr,  %  14-03,  H  7-83  =  100-09.  It  approaches  Kenngott's 
enkamptite  (p.  307)  and  gives  the  same  formula  plus  one  atom  of  water  R-'  Si  +  Al  §i+2  H, 

449.  Euralite.  A  name  given  by  F.  J.  Wiik  to  a  chloritic  mineral  occurring  in  seams  in 
clefts  of  hyperite  rock  in  the  parish  of  Eura,  Finland.  It  is  apparently  amorphous,  but 
breaks  under  the  hammer  into  prismatic  fragments.  H.  — 2-5.  G.  =2-G2.  Color  dark-gre<in 
to  black.  B.  B.  fuses  easily  to  a  magnetic  globule.  Soluble  in  muriatic  acid.  An  analvsis 
gave  Si  33-68,  Al  12-15,  Fe  6-80,  Fe  15-66,  Mg  17-92,  Ca  1-34,  H  11  49=99  04.  Wiik  sug- 
gests that  this  composition  is  near  delessite,  which  it  also  resembles  in  its  mode  of  occur- 
rence.   (Jahrb.  Min.  p.  357.) 

474.  Ferro-ilmenite^  a  name  given  to  a  variety  of  columbite  from  Haddam,  Connecticut 
(Hermann,  J.  pr.  Chem,,  II.  ii.  118). 
% 

93  A.  Glaijcopyrite.  F.  Sandberger,  J.  pr.  Chem.,  II.  i.  230.  Orthorhombic.  Planes 
i-).  I.  m-i.  H.=4-5.  G.  =7-181.  Lustre  metallic.  Color  light  lead-gray  to  tin-white. 
Streak  grayish -black.  Composition  Fe  SH12  (Fe,  Co,  Cu)  (As,  Sb)'=S  2-47,  As  69*45, 
Fe  28-08.    Analysis  R.  Senfter  (1.  c.)  : 

S  As  Sb  Fe  Co  Cu 

2-36         66-90  3-59         21-38         4  67  1-14=100-04 

In  the  closed  tube  gives  a  sublimate  of  arsenic  with  only  a  small  amount  of  sulphid.  B.  B. 
on  charcoal  gives  arsenic  fumes  \x\th.  an  antimony  coating.  After  roasting  yields  with  soda 
a  magnetic  slag  with  spangles  of  metallic  copper.  With  the  fluxes  reacts  for  iron  and  cobalt. 
Decomposed  by  nitric  acid  leaving  a  residue  of  antimonic  acid.  Found  in  the  mines  of 
Guadalcanal  in  Andalusia,  Spain.    Belongs  near  Lolingite,  p.  77. 

Guano  MineraU.  C.  U.  Shepard,  Rural  Carolinian,  i.  470.  The  substances  described 
occur  in  the  guano  of  Guanape  Island.  400  miles  north-east  of  the  Chincha  Islands. 

GuaiKvpite  occurs  in  irregular  balls  and  veins  looking  like  red  rock-salt  but  having  a  rhom- 
bic cleavage.  H.=l  — 2.  G.  =2  3.  Soluble  in  4—5  pts.  of  water  at  60 \  Taste  bitter  and 
saline.  Analysis  gave  sulphate  of  potash  (57 -75,  sulphate  of  ammonia  27-88,  oxalate  of  am- 
monia 3-75=99-38.  It  loses  ammonia  on  exposure  to  the  air.  Heated  to  redness  leaves  a 
residue  of  about  70  pr.  ct.  of  sulphate  of  potash.  It  is  near  Taylorite  (p.  614)  in  composition. 
Giianox<tl(iie  is  stated  to  be  a  pseudomorj^h  of  birds'  eggs ;  the  specimens  are  exteriorly 
white,  and  seem  to  retain  portions  of  the  original  shell,  but  these  when  tested  seemed  to  be 
a  mixture  of  phosphate  and  oxalate  of  lime."  Within  the  substance  is  foliated  and  has  a 
rhombic  cleavage.  Color  cream  white;  lustre  pearly;  translucent.  H.=l  — 2.  G.  =1-58. 
When  heated  swells  up,  turns  black,  partially  fuses,  gives  off  ammonia  fumes,  and  leaves 
a  white  residue  of  sulphate  of  potash.  Composition  stated  to  be  sulphate  of  potash  40-20, 
oxalate  of  ammonia  29  57,  water  30 -46  =  100-23 — a  very  doubtful  compound.  Oa'<immite^  lihos- 
phammite.  and  bipJiosi^hammite  are  other  names  given  by  Shepard  for  supposed  new  species 
consisting  of  oxalate  of  ammonia,  phosphate  of  ammonia,  and  biphosphate  of  ammonia. 

422  A.  GuMBELiTE.    F.  Ton  Kohell,  Ber.  Ak.  Milnchen,  March  5th,  1870. 
In  thin,  short  fibrous  layers  in  clay  slate.    Color  light  greenish-white.    Translucent.  Lus- 
tre pearly.    Soft  and  flexible.    Analysis,  v.  KobeU  (1.  c.)  : 

Si  ^1  Pe  Mg  K  TL  X  ^ 

50-52        81-04         8-00  1-88         8-18         7-00  1-46=98-08. 

(a  )  Undecomposed  mineral. 

The  oxygen  ratio  of  Jj,  S,  gi  and  H  is  as  1  :  12  :  21  :  5,  which  scarcely  leads  to  a  satisfac- 
tory formula.  In  the  closed  tube  yields  water.  B.  B.  exfoliates  somewhat  like  pyrophyllite. 
Fuses  at  4.    Xot  acted  upon  by  acid. 

Found  at  Xordhalben  near  Steben,  in  Oberfranken.  The  composition  approaches  that  of 
pinite  or  neurolite  (p.  482). 

HaUtfe.  A  name  given  by  A.  R.  Leeds  to  a  flexible  micaceous  mineral  of  a  bro^vn  color, 
occurring  in  Chester  Co.,  Pa.,  and  supposed  to  possess  distinguishing  optical  properties. 
(Jour.  Frank.  Inst.,  III.  Ixii.  70.) 
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Hamartite.    See  Bastnaesite. 


259  A.  HORTONOLITE.    G.  J.  Brush.  Am.  J.  Sci.  11..  xlviii.  IT..  Jnlv.  1869. 

Orthorhoinbic.  Observed  planes  0.  i'-I,  1-1.  1-*.  1-2  and  1-4  (J.  M.  Blake.  1.  c).  i-i  A  »-2 
-65  (normals)  1-4  A  i-i— 77  -80',  i-l  A  1-2=69  -70  .  i-i  A  1-i  45'.  Acnte  bLsectris 
perpendicular  to  i-'i,  optic  axes  in  a  plane  parallel  to  0.  angle  between  axes  83  -^sO,  measured 
in  olive  oil  (J.  iL  Blake).  H.=6'5.  G.  =3-91.  Lustre  vitreous,  subresinons.  Color  yel- 
low to  yellowisli-green,  in  large  masses  almost  black.  Composition  B-  Si.  Analysis.  W.  G. 
Mixter  (1.  c. ; ; 

Si  Fe  Mn  Me  Ca  K  Isrn. 

1 33-59         44-37  4  35         16  -68  tr.  0  39  0-26=3  99 -64 

B.  B.  in  the  open  tube  and  on  charcoal  becomes  dull  and  magnetic.  F=4.  With  the 
fiuxes  reacts  for  iron  and  manganese.    Gelatinizes  vrirh  muriatic  acid. 

Found  ill  abundance  at  the  O'Mel  3Iine.  Orange  Co..  X.  Y..  associated  with  magnetite  and 
calcite.  The  mineral  is  a  member  of  the  chrysolite  group,  and  is  intermediate  between  hya- 
losiderite  and  fayalite. 


HyporliVrrite.    See  Bismutoferrite. 


224  A.  ILSEM-\^-^-ITE.    R.  Hoftr.  Jahrb.  3Iia..  1871.  p.  566. 

Ciypto-crystaUine.  Color  blue-black  to  black,  on  exposure  becoming  blue.  Found  imbed- 
ded in  barite.  It  is  soluble  in  water,  giving  a  deep-blue  solution,  and  leaving  a  colorless  resi- 
due of  barite.  The  solution  contained  on  analysis  chiefly  a  molybdate  of  molybdic  pxyd, 
and  yielded  on  evaporation  deep-blue  crystals,  which  were  considered  to  be  the  salt  iio  -i- 
4  Mo.  which  is  also  supposed  to  be  the  composition  of  the  mineiaL  Ilsemannite  is  a  product 
of  the  decomposition  of  metallic  molybdates,  and  occurs  associated  with  wulfenite  at  Blei- 
berg  in.  Carinthia. 


431  A.  IviGTiTE.    T.  D.  Rand,  Proc.  Acad.  Sci.  Philad..  1868.  143. 

In  films  and  seams  in  massive  cryoHte.  Granular,  approaching  micaceous.  H.  =2-2-5. 
G.  =2-05.  Color  pale  yellowish-green  to  yellow  (Rand  i.  Also  in  gold  yeUow  to  pale  green 
radiated  elastic  plates  imbedded  in  cryolite  (Hagemann-.  Analyses:  1.  T.  D.  Ptond  •!  c.) ; 
2.  3.  G.  Hagemann,  Am.  J.  ScL.  H.  xlvil  133  : 

Si  Al  Fe  Na  K  F  3 

1.  36-49        24-09         7-54         16-03  —  0  75         3  42 


2.  YeUow  4000  38-47  10-27         1  05  tr.  3-06 

3.  Green     42-82        27-03  13  06        undtt.       nadet  tr.  3  93 

The  loss  in  2s o.  1.  exclusive  of  fluorine,  is  11 -6S  per  cent.,  while  the  average  of  Xos.  2  and 
3  gives  a  loss  of  almost  5  per  cent.  In  the  closed  tube  yields  acid  water,  and  B.  B.  accord- 
ing to  Band  fuses  easily,  while  Hagemann  states  that  when  free  from  cryoHte  it  does  not- 
fuse.    "With  the  fluxes  gives  iron  and  silica  reactions. 

Found  with  pachnolite  and  cryolite  in  the  Greenland  cryolite.  Hagemann's  analysis  of 
the  green  mineral,  which  he  considers  the  purest  variety,  gives  with  the  alkalies  of  Xo.  2  the 
oxygen  ratio  of  R.  fi.  Si  and  H  of  1  :  6  :  8  :  1.    Needs  further  investigation. 


520  A.  IsocLASiTE.    Isoklas.  F.  S^mdherger.  J.  pr.  Chem..  EC.  ii.  125. 

Monociinic.  Occurring  planes  /.  i-i,  0.  Planes  dtill ;  crystals  minute  i  lO  mm.  diam.), 
Associated  with  pseudomorphic  crystals  3 '7  c.  m.  long.  Habit  columnar.  Clinodiagonal 
cleavage  perfect.  H.  =  l-5.  G.  =2-92.  Lustre  vitreous  to  pearly.  Colorless  to  snow-white. 
Composition :  Var.  1.  fresh  crystals ;  2.  altered  mineral,  by  Kottnitz,  L  a  : 

P  Ca  Mg  Xa  Fe  Al  B:  '-'  H  -  Ins, 

1.  29-90      49-51  —  —  2-06        18  53   =100  0 

2.  34-00        1-00     17.30        9  80  0  36         24*26         9  22        0-18=96  "12 

(*)  at  100°  C,  (»)  on  ignition. 

The  fresh  crystals  give  the  formula  Ca'  P  —  Ca  H  —  4H.  Analogous  in  composition  to 
tagilite.  but  containing  more  water. 
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In  the  closed  tube  both  varieties  g-ive  off  neutral  water.  B.  B.  the  fresh  mineral  glows 
and  fuses.    Soluble  in  muriatic  acid. 

Found  Avith  homstone  and  brow-n-spar  on  specimens  from  Joachimsthal,  obtained  eighty 
yeai's  ago,  and  now  in  the  "Wllrzburg  Museum. 

188  A.  Jacobsite.    .4.  Bamour.  C.  R.,  Ixix.  168. 

Isometric,  in  distorted  octahedrons,  H.  =6?  (scratches  glass).    G.=:4"75.    Lustre  brilliant 
metallic.    Color  deep  black.    Streak  blackish-brown.  Magnetic. 
Composition  :    R,  fj,  or  (Mn  Mg)  (Fe  Mn) 

Fe  Mn  Mg 

-1  68-25  24-35  6  41 =99-01 

As  the  mineral  evolves  chlorine  feebly  when  acted  upon  by  muriatic  acid,  Damour  con- 
siders a  portion  of  the  manganese  to  exist  as  Mn,  giving  for  the  true  composition  of  the 
mineral,  in  correspondence  to  the  spinel  formula,  3Pe  68-25,  SEn  4  21,  i\In  20-57,  Mg  6-41  = 
99-44. 

B.  B.  infusible.  It  does  not  lose  weight  when  ignited.  With  the  fluxes  reacts  for  iron 
and  manganese.    Soluble  in  muriatic  acid,  with  a  slight  evolution  of  chlorine. 

From  Jacobsberg.  in  Xordmark,  Sweden,  where  it  occurs  associated  with  white  mica  and 
native  copper  in  a  crystalline  limestone. 

127  A.  JuLiANiTE.    M.  WebskT/,  ZS.  G.  Ges.,  1871,  p.  486. 

Isometric.  Cubic  with  octahedral  and  dodecahedral  planes.  Also  dodecahedral.  Planes 
much  rounded. 

G.  =5-12.    Very  soft.    Lustre  metallic-adamantine.    Color  dark,  somewhat  reddish  lead- 
gray,  iron  black  on  exposure.    Brittle.    Fracture  splintery  to  subconchoidal. 
Analysis  by  ^yebsky  (1.  c. ) : 

S  As  Sb  Fe  Ag  Cu 

26-50         16-78         1-42         0  79         0-54  52-30=98-33 

Giving  a  composition  approaching  tennantite  or  enargite.  It  agrees  with  the  former  in  crys- 
talline form,  but  differs  in  density  from  both  these  species. 

B.  B.    Same  as  tennantite.    Found  in  the  Frederick-Julian  IMine  at  Rudelstadt,  in  Silesia. 

121  A.  Klaprotholite.  Klaprothit,  Petersen  and.  Sandberger,  Jahrb.  Min.,  1868,  415. 
Klaprotholite,  G.  J.  Brush. 

This  name  is  given  to  the  Kupferwismutherz  analyzed  by  Schneider,  and  recorded  in  this 
Miueralogj^  under  Wittichenite,  p.  99,  anal.  7,  Sandberger  gives  the  following  characters  ; — 
Orthorhombic,  habit  in  long  furrowed  prisms.  Planes  Z  i-i.  m-t;  I /\  1=101  .  Cleavage  i-l 
very- distinct.  In  twins,  composition-face  7.  Fracture  gi-anular.  H.  =2  5.  G.  =4  6  approx. 
(Petersen).  Lustre  metallic.  Color  steel-gray  inclining  to  vellow,  tarnishiner  brass-vellow. 
Streak  black.  Composition,  3  t^u  S  +  Bi-  S^=S  19-22,  Bi  55-54.  Cu  25-21  =  100.  The  mean 
of  three  analyses  hy  Petersen  gave,  on  mineral  from  the  Daniel  Mine,  S  18'66,  Bi  5o*87.  Cu 
23-96,  Fe  1-70  =  98  19.  Occurs  at  many  localities  in  the  Black  Forest,  and  distinguished 
from  ^dttichenite  by  its  distinct  cleavage,  and  in  its  larger  content  of  bismuth.  Klaproth- 
olite is  generally  associated  with  a  cobalt-tetrahedrite,  while  wittichenite  is  usually  found 
-with  smaltite.  The  name  klaprothite  was  given  to  lazulite  by  Beudant  in  1824,  we  therefore 
change  Petersen's  name  to  klaprotholite. 

483  A.  KocHELiTE.    uV.  Webshj,  ZS.  G.  Ges.,  xx.  250,  1868.  . 

Tetragonal  ?  In  columnar  incrustations  passing  into  rounded,  apparently  square  octahe- 
drons, occasionally  showing  prismatic  planes.  Color  brownish  isabella-yellow  to  honey- 
yellow.    Translucent.    Lustre  dull  greasy,     H.  =3-3-5.     G.  =3-74.  taken  on  O"' 373  grm. 

Composition.  An  imperfect  analvsis  gave  Si  4-49,  ^1  1*41,  Cb  29  49,  Zr  12-81,  Th  123. 
Y  17-22,  Ca  2-10,  F  0-43,  Fe  12-48.  H  6-52.  Pb  ?  Xa  ?    Loss  11-82  =  100. 

In  the  closed  tube  yields  water,  and  the  mineral  ttims  reddish.  B.  B.  in  the  forceps  fuses 
only  on  the  edges  to  a  black  glass,  coloring  the  flame  yeUow.  With  salt  of  i^hosphorus  reacts 
for  iron,  but  in  R.  F.  fuses  to  a  clear  bead,  showing  only  a  faint  reaction  for  uranium.  With 
soda  on  charcoal  yields  a  yellowish-white  enamel,  but  no  metallic  globules,  although  giving 
a  lead  coating  on  the  coal.  Occurs  as  an  incrustation  upon  a  mixture  of  titanic  iron  and 
crystals  of  fergusonite  in  a  coarse  granite  in  the  Kochelwiesen,  near  Schreiberhau  in  Silesia. 

The  composition  is  near  that  of  fergusonite.  but  further  investigation  is  needed.    The  d(!n 
sity  is  remarkably  low  for  a  mineral  containing  so  large  a  percentage  of  metallic  acids. 
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518  A.  KollopMn.  This  name  has  been  given  by  Sandbero-er  to  a  gymnite-like  looking 
substance  found  with  Sombrero  guano.  It  is  a  tri-basic  phosphate  of  lime  with  one  atom  of 
water,  mixed  with  about  8  per  cent,  of  carbonate  of  lime.  G.  =2  70.  H.=:5.  J.  pr. 
Chem.,  II.  ii.  129. 

644  A.  Laxmannite.    A.  E.  Nordenslddld^  Pog"g"-  Ann.,  cxxxvii.  299,  18G9. 

Monoclinic.  C.=G9'  46'.  <x  :  :  c=l '8854  :  0*7400  : 1.  Occurs  in  wedge-shaped  forma 
with  sharp  edges.  H.=3.  Gr.  =5-77.  Color  dark  olive-green  to  pistachio-green  and  green- 
ish-gray. Streak  pistachio-green.  Fracture,  crystalline  to  compact  and  earthy.  Composi- 
tion (s  ('u-f  P  +  3  (Pb,  Ou)^  Cr=i>b  61-48,  Cu  13-13,  Cr  16-57,  iP  7-83,  H  0-99=100. 
Analyses  1.  2.  Nordenskiold  (1.  c.)  : 

Cr  f  fb  On  3Pe  H 

1.  15-26         8  05         61-26         12-43         1-09  1-31=99-40 

2.  16-76         8-57         61-06         10-85         1*28  0-90=99-42 

Hermann  has  reviewed  these  results  (J.  pr.  Chem.,  II.  i.  447),  and  called  attention  to  the  close 
correspondence  of  this  species  in  physical  characters  with  vauquelinite,  and  also  to  the  fact 
that  the  analyses  were  made  on  material  from  the  very  specimens  from  which  Berzelius  ob- 
tained the  vauquelinite.  By  assuming  that  what  Berzelius  weighed  as  chromic  acid  was 
really  phosphate  of  chromium,  the  results  of  the  analysis  are  made  to  approximate  very  closely 
to  those  of  Nordenskiold  ;  and  Hermann  believes  that  laxmannite  is  probably  identical  with 
vauquelinite.  But  Nordenskiold  shows  in  his  investigation  that  there  is  associated  with  lax- 
mannite a  chromate  free  from  phosphoric  acid  corresponding  to  the  vauquelinite  of  Berze- 
lius. 

Hermann  has  also  analyzed  a  phospho-chromate  from  Beresof,  to  which  he  gives  the 
name  'phosphocJiromite^  a  mineral  resembling  laxmannite  in  physical  characters,  but  con- 
taining 

Cr  f  ?b  Cu  Fe  H 

G.=5-80         10-13         9-94         68*33         7-36         2*80  1-16=99.72 

This  mineral  occurs  in  rounded  masses  of  half  a  pound  weight,  made  up  of  globular  par- 
ticles, which  exteriorly  are  covered  with  small  tabular  crystals  with  rounded  terminations. 
It  would  seem  possible  that  this  aggregate  might  be  a  mixture  rather  than  a  distinct  species ; 
and  this  may  perhaps  also  be  true  in  regard  to  laxmannite.  A  chromo-phosphate  of  lead  and 
copper  from  the  same  locality  was  described  by  John  (this  Min.,  p.  631)  as  early  as  1845, 
but  was  thought  to  be  an  impure  vauquelinite. 

554.  Lime-WavclUte.    KalkwavelHt,  Kosmann,  Z.  G.  Ges.,  xxi.  795  (1869). 

This  name  has  been  given  to  a  mineral  occurrring  in  concentric  radiated  spherical  and 
hemispherical  aggregations,  sometimes  in  acicular  crystals,  as  binding  material  in  phos- 
phorite-breccia; also  found  boti-yoidal  and  reniform.  G.  =2-45.  Lustre  feeble.  Color 
white.    Analysis,  Kosmann  (1.  c.)  : 

1^        ^1       Pe       Oa      Mg     Na      K        H       Si       C  CaFl 
24-10    30-26    0-29    16-16    0-12    3  58    0-89    17  90    3-59    2-78    0-37  =  100-04 

Considering  the  carbonic  acid  to  exist  as  carbonate  of  lime,  and  assuming  the  silica  com- 
bined with  the  alkalies,  Kosmann  takes  the  remainder  of  the  constituents  Ca  12-62,  Al  30-26, 
3^24-11,  and  H  17-90^84  88,  and  averages  them  uptolOOpts.  as  follows,  Ca  14-86,  Al  35-65, 
P  28-39,  11  21 '09=99  99,  from  which  composition  he  concUides  that  the  mineral  is  a  Ume- 
wavelUte.  In  the  closed  tube  yields  water.  B.  B.  fuses  on  the  edges.  Decomposed  by  mu- 
riatic acid  with  sepai-atio:i  of  gelatinous  silica. 

Found  with  phosphorite  at  Dehrn  and  Ahlbach.  Needs  further  examination  to  determine 
its  exact  chemical  composition. 

218  D.  LiTnropnoRiTE  {Breithauft).    A.  Frenzel  J.  pr.  Chem.,  II.  ii.  203  and  iv.  353. 

This  is  the  substance  already  noticed  by  v.  Kobell  (Ber.  Ak.  Miinchen,  Jan.  8,  1870,  p.  49) 
as  a  lithia  manganese  ore  in  an  examination  of  a  so-called  Asbolan  from  Saalf eld.  Occurs  in  fine 
scales,  also  compact,  botryoidal,  H.  =3.  G.=3-65  (v.  Kobell)  3-14—3.36  (Frenzel  .  Lustra 
dull  to  metallic.  Color  bluish-black.  Streak  blackish-gray.  Composition:  1.2.  C.  Winckler, 
J.  pr.  Chem.,  II.  iv.  353. 
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Cu      Co,Si  Li      K       0        11  Ins. 

1.  1-48    10-54    55-12    1-74      2-42      2-78    1-23    0-73    10-28    12-64    =98-96 

2.  2-43    15-53    49-87    0-96    0-64  0-30   1-26    1-42    1  50     7-77    15-42  3-08=100-18 

with  traces  of  lime  and  bismuth.  G.  of  Xo.  1=3 '36,  both  specimens  were  from  Schneeberg- 
Saxony.  In  a  partial  analysis  v.  Kobell  obtained  (1.  c.)  Mn  54-00,  Co  4-00,  Cu  0*61,  Al  23  OO! 
II  13.4. 

Gives  water  in  the  tube.  Infusible,  colors  the  flame  carmine-red.  With  the  fluxes  reacts, 
for  manganese ;  with  salt  of  phosphorus  in  R.  F.  gives  reactions  for  copper  and  cobalt. 
Soluble  in  muriatic  acid  with  evolution  of  chlorine. 

Found  associated  with  quartz  in  many  localities  in  the  Schneeberg  mining  district,  also 
occurs  at  Sayn,  and  near  Siegen.  Supposed  to  be  a  product  of  the  decomposition  of  psi- 
lomelane.  The  large  percentage  of  alumina  and  its  content  of  lithia  distinguish  it  readily 
from  asbolite  and  lampadite. 

598  A.  Ldnehiirgite.    C.  NoUner,  Ber.  Ak.  Miinchen,  1870,  291. 

This  name  has  been  applied  by  Nollner  to  a  salt  from  Liineburg  having  the  following  com- 
position :  P  29-8,  B  12-7,  Mg  25-3,  H  32-2  =  100.  It  also  contains  0-7  Fl.  Nblhier  gives  aa 
formula  for  this  substance  (2  Mg,  H)  1P  -+-  Mg  B  +  7  H.    No  physical  characters  are  stated. 

1  A.  Maldonite.  G.  H.  F.  VlricK  Contrib.  to  Mineralogy  of  Victoria,  1870,  (pamphlet 
32  pp.  8vo. ). 

In  small  particles  in  quartz,  cleavage  apparently  cubical.  H.  =  l-5  — 2.  G.  =8-2— 9-7? 
(made  on  less  than  one  grain  of  impure  mineral).  Color  pinkish -white,  but  tarnishing  on 
exposure  to  copper-color  and  then  black.  Malleable.  An  assay  by  C.  Newbery  showed  the 
composition  to  be  An  64' 5,  Bi  35-5.  or  nearly  Au'  Bi.  B.  B.  fuses  easily  ;  on  charcoal  coats 
the  coal  yellow  and  yields  a  globule  of  gold. 

From  Xuggety  Reef,  Maldon. 

64  A.  Metacinnabarite.  G,  E.  Moore,  J.  pr.  Chem.  II.  ii.  319  (1870).  Am.  J.  Set 
III.  iii.  36. 

Amorphous,  also  found  in  small  apparently  isometric  crystals,  perhaps  pseudomoi-phic. 
H.  =3.  G.  =7-70  — 7-748.  Lustre  metallic.  Color  grayish -black.  Streak  black.  Fracture 
sub-conchoidal,  uneven.  Very  brittle.  Composition:  Kg  S.  Analyses  1.  2.,  G.  E.  Moore 
(1.  c): 

S  Hg  Fe  quartz 

1.  13-79  85-69  0-33  0-26=100-07 

2.  13-84  85-89  0-45  0-24=100-42 

Blowpipe  characters  like  cinnabar.  Occurs  at  the  Redington  Mine,  Lake  Co. ,  California, 
with  cinnabar,  quartz  and  marcasite.  It  differs  from  cinnabar  in  its  amorphous  character, 
in  color,  streak,  specific  gravity  and  lustre,  while  in  these  respects  it  is  identical  with 
the  black  artificial  mercuric  sulphide  of  the  laboratory. 

MiLARiTE.    A.  Kenngott,  Jahrb.  Mm.,  1870,  81. 

Hexagonal.  Occurring  fonn  a  hexagonal  prism  with  a  plane  of  a  hexagonal  pyramid  on 
each  angle,  and  a  narrow  termination  of  the  lateral  edges ;  observed  angle  over  a  terminal 
edge  of  the  pyramid  144"  46  /  (mean  of  results),  and  over  a  basal  edge  74'  40'  ;  the  latter 
gives  for  the  former,  by  calculation,  144 ~  42'. 

II.=5-5— 6.  Lustre  vitreous.  Colorless  to  greenish,  resembling  the  datholite  crystals 
from  Bergen  Hill.  Brittle.  B.  B.  in  the  closed  tube  becomes  white  and  gives  off  water. 
In  the  forceps  fuses  with  intumescence  to  a  white  blebby  glass.  In  salt  of  phosphorus  slowly 
but  completely  soluble  to  a  colorless  glass.  A  partial  qualitative  analysis  gave  evidence  of 
the  presence  of  an  alkali  and  besides  probably  lime.  Kenngott  considers  it  a  zeolitic  hydrous 
silicate  of  alumina,  lime,  and  soda,  but  on  uncertain  evidence. 

Found  in  Val  31ilar  near  Ruiiras,  Switzerland. 

503.  Montehrrmte.  Des  CMzeayx.  C.  R.  Ixxiii.  306,  1247.  L.  Moissenet,  Ann.  d.  Mines,  VI. 
XX.  1  (1871).    F.  Fisani  C.  R.  Ixxiii,  1479.    F.  ton  Kobell,  Ber.  Ak. .  Munchen,  Feb.  3,  1872. 

This  supposed  fluo-phosphate  from  IMontebras  in  France  has  recently  been  sho"UTi  by  Pisani 
and  von  Kobell  to  be  identical  with  amblygonite.  Des  Cloizeaux  found  it  to  be  triclinic,  with 
two  cleavages  giving  105  44',  and  in  the  optical  examination  the  bisectrix  of  the  acute  angle 
was  positive,  while  in  the  Hebron  amblygonite  it  is  negative.  Analyses  by  Moissenet  (1), 
Pisani  (2),  and  v.  Kobell  (3)  afforded: 
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F 

Ca 

Xa 

Li 

Si 

Ign. 

1. 

26  oO 

21-80 

38-20 

2-00 

6-70 

6-50 

2-25 

0-60=104-5o. 

M 

2. 

-8-20 

46-15 

36-32 

0-40 

2-58 

8-10 

1-10=102-85. 

P. 

3. 

9  00 

45-91 

35-50 

0-50 

5-30 

6-70 

0-00 

0-70-104-21. 

K 

Pisani's  and  v.  Kobell's  results  give  essentially  the  composition  of  amblygonite  as  analyzed 
by  Rammelsberg,  and  as  the  physical  and  pyrognostic  characters  are  also  those  of  amblygonite, 
there  can  be  no  question  as  to  the  identity  of  the  Montebras  mineral  with  this  species. 

MoxzoNiTE.    F.  V.  Kobell,  Ber.  Ak.  Mimchen,  6  May,  1871. 

Compact.  H.  =6.  G.=3.  Color  light  grayish-green.  Translucent  on  thin  edges. 
Fracture  splintery  to  sub-concholdal.  Resembles  green  homstone.  Analysis  by  v.  Kobell 
(1.  c): 

Si  Al  Fe  Mg  Ca  Xa  K  H 

52-60     17-10      9-00        2  10        9  65        6-60      1-90  l-50=100-4.5 

Giving  the  oxygen  of      R,  and  Si  as  1  :  1  :  3-5. 

B.  B.  fuses  at  3  to  a  lustrous  grayish-green  glass.  Not  decomposed  by  acids  after  fusion. 
Not  attacked  by  muriatic  or  sulphuric  acids.    Soluble  in  concentrated  phosphoric  acid. 

Found  on  the  Monzoni  Mt.  in  the  valley  of  Fassa,  Tyrol.  A  microscopic  examination  of  a 
thin  plate  of  the  mineral  showed  it  to  be  homogeneous. 

Kmnmite.    C.  W.  Bhimtrand,  CEf.  Ak.  Stockh..  1868,  p.  197. 

A  chalk- white  mineral,  from  Xasum,  Sweden.  It  occurs  mixed  with  the  phosphate  atta- 
colite.  After  calculating  out  the  phosphoiic  acid  as  ^1  P,  the  analvsis  gave  Si  50-91,  Al 
27-86.  Fe  1-36,  Mn  0-36.  Ca  13-82,  H  4-39  =  98-70.  The  oxygen  ratio  of  E.  R,  Si,  H  is  asl  : 
3:7:1.    It  may  perhaps  be  classed  near  fahlunite. 


510.  Xadorite.  Flfijolot.  C.  R.,  Ixxi.  237.  406.  F.  Pisani,  C.  R.,  Ixxi.  319;  Des  CM- 
zenux.  Ann.  d.  M.,  YL  xx.  32.  1871. 

In  flattened  tabular  orthorhonrbic  crystals,  /  A  /=132^  51'.  Cleavage  macrodiagonal, 
very  easy.  H.=3.  G.  =7-02.  Lustre  resinous  to  adamantine.  Color  smoky-brown  to 
bro\\'nish-yellow.  Streak  yellow.  Translucent.  Analyses:  1.  Pisani  (1.  c);  2.  Flajolot 
(1.  c.j: 

Sb  Pb  O  Cl 

1.  31-24        51-89         814  9-00=100-27 

2.  32-25         51-60         8-00         8-85  =  100-70 

Pisani  considers  the  mineral  to  correspond  to  the  formula  Sb  i*b  4-  Pb  Cl.  while  Flajolot 
looks  upon  it  as  a  compound  of  oxychlorid  of  antimony  with  oxyd  of  lead.  Pisani  suggests 
its  analogy  with  mendipite  2  I*b  -I-  Pb  Cl. 

In  the  closed  tube  decrepitates  and  gives  a  white  sublimate.  B.  B.  on  charcoal  yields  an 
antimony  coating  and  a  globule  of  metallic  lead.  Added  to  a  bead  of  salt  of  phosphorus 
saturated  with  copper  gives  the  blue  coloration  of  the  flame  due  to  chlorid  of  copper.  Sol- 
uble in  muriatic  acid  ;  also  in  nitric  acid  diluted  with  tartaric  acid. 

From  Djebel-Xador,  in  the  province  of  Constantino,  Algiers. 

214  A.  Xamaqualite.    A.  H.  Church,  Jour.  Chem.  Soc,  II.,  viii.  1  (1870). 
In  silky  fibres  and  thin  layers.    H.  =2-5.    G.  =2-49.     Lustre  silky.    Color  pale-blue. 
Transparent  to  translucent.    Analysis  by  Church  (1.  c. )  : 

^1  Cu  Mg  Ca  gi  ft 

15-29         44-74         3-42  2  01  3-25         32-38=100  09 

Giving  the  oxygen  ratio  of  R,  K  and  H  as  4  :  3  :  11,  or  4  S  H  +  Al      +  4  H. 

In  the  closed  tube  gives  off  water  and  turns  black.    B.  B.  reacts  for  copper. 

From  Xamaqualand,  S.  Africa.    It  is  analogous  in  composition  to  hydrotalcite  (p.  178). 


146  A.  Xaxtokite.  An  anhydrous  sub-chlorid  of  copper  from  Xantoko  in  Chile.  Occurs 
in  a  copper  vein  with  atacamite  and  oxydized  ores  at  the  surface,  while  lower  do^^Ti  in  the 
vein  this  anhydrous  chiorid  is  found  with  chalcopyrite  and  chalcocite.  The  mineral  is  white, 
resembles  cerussite  in  physical  characters.  It  oxydizes  on  exposure  to  the  atmosphere,  and 
is  converted  into  atacamite.  AV.  Hermann  considers  all  atacamite  the  product  of  the  altera- 
tion of  uantokite  {Breithaupt  in  B.  and  H.  Ztg.  xxvii.  3). 
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247  D.  NiGiiES(  ITE.    F.  Hornstein,  ZS.  G.  Ges.,  1867,  342. 

Amorphous.  Fracture  uneven  and  splintery.  H.=3.  G.  =2-845.  Color,  when  fresh, 
apple-green ;  on  exposure  becomes  gray  to  black  ;  opaque  and  earthy,  and,  on  drying,  as  ligh+ 
as  wad.    Loses  10  o  per  cent,  hygi'oscopic  water. 

Analysis  : 

Si  ^1  Fe  Mn  %  Ca  H 

I  52-29         5-14         15-71         0  23         18  11         2-59  6-29=100-36 

Perhaps  the  product  of  the  alteration  of  a  magnesia-iron  augite  or  amphibole. 
Found  in  rounded  masses  in  basalt,  at  Dietesheim,  in  the  valley  of  the  Maine. 

Orileyite.    D.  Waldie,  Proc.  Asiatic  Society,  Bengal,  p.  279.    September,  1870, 
Massive.    H.  =5-5.    G.  =7-84— 7-42.     Color  steel-gray,  on  fresh  fracture  with  purplish 
tint.    Lustre  metallic.    Streak  dark-gray.    Analysis,  D.  Waldie  (1.  c.)  : 

As  Sb  Cu  Fe  X  Insol. 

38-45  0-54  12-13  42-12  6  19  0  12=99-55 

X,  oxydized  matters  soluble  in  dilute  muriatic  acid  =  Cu  1-21,  Fe  1-97,  f*b  1-89,  Xs  1-12= 
6*19.    B.  B.  in  the  closed  tube  yields  no  arsenic.    Soluble  in  nitric  acid. 
From  Burmah,  but  exact  locality  not  known.    Needs  further  investigation. 

Onbornite. — This  name  has  been  given  by  Maskelyne  to  small  gold-yellow  octahedrona 
occurring  in  augite  in  a  meteorite  from  Busti,  India.  It  is  supposed  to  be  an  oxysulphid  of 
titanium  and  calcium. 

Pliosi)lwrcliromite.    See  Laxmarmite. 

374  Plvmhallophane.  A  name  given  by  Bombicci  to  a  plumbiferous  allophane  from 
Monte  Yecchio  in  Sardinia.  Occurs  in  small  stalactitic  cylinders,  rough  and  opaque  on  the 
surface,  but  interiorly  glassy.  Color  grayish-yellow  with  a  white  streak.  H.=2-5.  G.  =19. 
Analysis  gave  Si  23-8,  P  2  6,  ^1  32-9,  Fe  0-5,  Ca  2-4,  H  35-2,  tb,  Mg  and  alkalies  2-5  =  99  9 
(Atti  della  Sc.  Ital.  di  Sc.  Nat.  xi.,  in  Jahrb.  Min.  1868,  p.  750. 

40  O.  PoLYAKGYRiTE.  F.  8anclberger^  Jahrb.  Min.,  1869,  311.  T.  Pete-rsen,  Pc^g- 
Ann.,  cxxxvii.  386.  1869. 

Isometric.  Observed  planes  1  0  ^,  w-m.  Cleavage  cubic.  H.  =2-5.  G.  =6-974.  Lustre 
metallic.  Color  iron-black  to  dark  blackish-gray.  Streak  black  to  blackish-gray.  Malleable, 
flattening  more  under  the  hammer  than  argentite. 

Composition:  12  Ag  S  +  Sb2S3=Ag.  78-16,  Sb  7-37,  S  14-47=100-00. 

Analysis,  Petersen  (1.  c.) : 

S  Sb  Ag  Pb  Fe  Zn 

I    14-78  6-98  76-70  .       tr.  0-36  0-27*=99-09 

*  Corrected. 

B.  B.  on  charcoal  fuses  easily  to  a  black  globule,  giving  off  antimony  fumes^  and  yielding 
a  brittle  globule  of  silver.  Soluble  with  difficulty  in  nitric  acid  -with  separation  of  sulphur; 
Fuming  acid  dissolves  it  readily  with  separation  of  antimonate  of  silver. 

Occurs  at  "VVolfach  in  Baden. 

The  mineral  is  between  argentite  and  pyrargrite  in  composition.  If  homogenous  it  would 
be  classified  chemically  near  polybasite  ;  but  its  isometric  form,  and  the  fact  that  in  another 
analysis  Petersen  found  78  -85  Ag,  suggests  that  it  may  possibly  lie  a  mixture. 

624.  PuciiERTTE.    A.  Frenzel,  J.  pr.  Chem.,  II.  iv.  227,  361. 

Orthorhombic.  Observed  planes  7,  0,  \-n^  m-u.  Cleavage  basal.  H.  =4.  G.=5-91. 
Lustre  vitreous  adamantine.  Color  reddish-brown.  Streak  yellow.  Translucent  to  opaque. 
Composition :  Bi  \'=Bi  71-67  V  28-33  =  100.    Analyses,  1.  2.  Frenzel  (1.  c.)  : 

y  Bi 
L       27-31  73-39  =  100-70 

2.       27-07  72-93=100  — 

In  the  closed  tube  decrepitates.  B.  B.  on  charcoal  fuses  and  gives  a  coating  of  bismuth- 
oxyd,  with  soda  jields  a  globule  of  metallic  bismuth.  With  salt  of  phosphorus  a  chrome- 
green  bead  in  R.  F.  becoming  light  yellow  in  O.  F.  (vanadium).  Soluble  in  muriatic  acid 
with  evolution  of  chlorine  to  a  deep-red  solution,  which  on  dilution  becomes  green  and 
deposits  a  yellow  basic  chlorid. 

Named  pucherite  from  the  locality,  the  Pucher  ]Mine,  Schneeberg,  Saxony.  Found  asso- 
ciated with  bismite  and  asbolite. 
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218  E.  Rabdioxite.    F.  von  KoheU,  Ber.  Ak.  Munchen,  January  8,  1870. 

Stalactitic.  in  columnar  or  rod-like  fonns.  Very  soft,  soiling  the  fing-ers.  G.  =2"80.  Lus- 
tre dull,  after  rubbing  is  greasy  to  submetallic.  Color  black.  Streak  dark-brown.  Cjoxa- 
position  : 

Fe  Mn  ^1  Cu  :\rn  Co  TI 

45  00         13  00  1-40         1400  7  G1  510        13-50=99  01 


The  oxygen  ratio  of  ft  :  S  :  H  is  1  :  3  :  2,  and  v.  Kobell  writes  the  formula  (Cu,  Mn,  Co) 
(Fe,  Mn)V  2  H. 

In  the  closed  tube  gives  neutral  water.  B.  B.  fuses  at  3  to  a  steel-gray,  magnetic-globule, 
and  colors  the  flame  green.  With  borax  gives  a  cobalt  blue  bead.  Soluble  in  muiiatic  acid 
with  evolution  of  chlorine,  giving  an  emerald-green  colored  solution. 

From  Xischne  Tagilsk  in  Ural.  The  mineral  is  near  asbolite  (p.  181),  but  differs  from  it 
in  chemical  composition,  in  containing  a  large  percentage  of  iron,  and  in  being  easily 
fusible. 


163  A.  Ralstonite.     G.  J.  Brmh.  Am.  J.  Sci.,  III.  ii.  30.  July,  1871. 

Isometric.  Habit  octahedral.  Observed  planes  1,  0  (this  Min.  fig.  7.  p.  21).  H.  =4-5. 
G.  =2  '4  (on  2o  milligrams).  Composition,  a  hydrous  fluorid  of  aluminum,  with  possibly  small 
quantities  of  calcium  and  sodium. 

In  the  closed  tube  whitens,  yields  water  at  first,  then  a  copious  white  sublimate  which 
etches  the  tube.  The  water  reacts  acid.  B.  B.  on  charcoal  a  faint  white  ."sublimate.  In  the 
forceps  whitens,  colors  the  flame  yellow,  but  does  not  fuse.  AVith  cobalt  solution  gives  a 
deep  blue.  In  salt  of  phosphorus  dissolves  completely  to  a  colorless  bead  in  both  flames. 
Soluble  with  effei-vescence  in  a  carbonate  of  soda  bead.  Decomposed  by  siUphuric  acid 
with  evolution  of  fluohydric  acid. 

Occui's  with  cryolite  and  thomsenolite  at  Arksut  Fiord,  Greenland. 


Fud/nuhte.  A  name  given  by  C.  U.  Shepard  to  a  hydrous  phosphate  of  alumina  and  iron 
from  Redonda,  W.  I.  Found  in  nodular  aggregations.  Translucent  to  opaque.  Color  gray- 
ish to  yellowish  white.  H.=3-5.  G.  =1 '90  — 2  07.  Specimen  analyzed  contained  8-8  per 
cent.  Si.  40  192  P  and  24-73  H  (Am.  J.  Sci.  II.  1.  9G).  An  earher  analv.sis  irave  P  43*20, 
Fe  14-40.  Al  10-60,  H  24-00,  Si  1-60,  Ca  0.57  =  100-37,  contamed  also  traces  of  S,  Xa,  CI, 
and  ^[g,  B.  B.  infusible.  Heated  with  solution  of  cobalt  gives  a  deep  blue  color  (Am.  J. 
Sci..  II.  xl\di.  428. 


422.  Re^tormelite.  A  name  given  by  A.  H.  Church  ('Jour.  Chem.  Soc .  II.  viii.  lOf))  to  a 
massive  gravish-green  agalmatolite-like  mineral  from  Restormel  Mine  in  Cornwall.  H.  =2. 
G.=2-58.  Mean  results  of  analy.sis  gave  >i  45 -(36.  Al  35-10.  Pe  1  11,  Mg  0-^5,  K  2-30,  Na 
4-39,  n  11-68=101  09.  This  composition  is  near  that  given  by  Lehunt  and  Blythe  for  killi- 
nite  (anal.  29  and  30,  under  pinite,  p  481).  Church  does  not  consider  the  mineral  worthy  to 
rank  as  a  distinct  species,  but  speaks  of  it  as  an    immature  kaolinite." 


261  A.  RoEPPERiTE.  Iron,  manganese,  zinc,  chrysolite.  TF.  T.  Roepper^  Am.  J.  Sci., 
II.  1.  35.    Roepperite,  G.  J.  Brush. 

Orthorhombic,  observed  planes  ^-2,  i-l,  1-i,  1-4,  0,  2-2.  i-2  A       (over  i-l)  130\  t-i 

A  2-2  =  115"'  l-l  /\l-l  =  n\  Cleavage  in  three  directions  rectangular,  0  and  eminent, 
i-'i  splintery.  H.  =5*5  — 6.  G.  =3-95— 4-08.  Lustre  on  cleavage  planes  vitreous  to  sub- 
adamantine.  Color  dark-green  to  black,  mottled.  In  thin  splinters  transkxcent  and  pale- 
yellow  color.  Streak  yellow  to  reddish-gray.  Slightly  magnetic.  Composition :  ii'  Si.  'St, 
=  Fe,  Mn,       and  .\lg.    Analyses  1.  2.  3.,  W,  T.  Roepper  (1.  c.)  : 


Si           Fe          Mn          Zn  Mg  Insol.* 

1.  Cryst.      30-76       33  78       16-25  10-96  7-60   =99-35 

2.  Cryst.  I    30  23       3552       16-91  10  68  5-63  1-04=100.01 

3.  Mass.  I   30-54      34  78      17-74        9  48  6  09  2  02=100  65 

*  Spinel. 


B.  B.  fuses  with  difficulty  on  the  thin  edges  to  a  black  .slag.  "With  the  fluxes  reacts  for 
iron,  manganese,  and  silica ;  on  charcoal  with  soda  gives  a  zinc  coating.  Gelatinizes  with 
acids  readily  and  completely,  leaving  sometimes  a  bright-green  residue  of  spinel 

Occurs  at  Stirling  HiU,  Sussex  Co.,  X.  J.,  with  \\'illemite,  frankliuite,  jefEersouite,  fmd 
Bpinel;  also  found  at  Franklin  Furnace  with  gahnite. 
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393  A.  Bcmite.  A  name  given  by  K.  v.  Frifczsch  to  a  zeolitic  mineral  from  Santorin. 
According  to  Hessenberg  (his  Min.  J^otizen.  No.  9.  p.  22)  it  is  ortborhombic  with  the  axial 
relation  for  the  brachydiagonal,  macrodiagonal,  and  vertical  axis.  0-4231  :  1  :  0"2866.  Ob- 
served planes  /,  i-'i,  14,  2-2.  Cleavage  brachydiagonal.  Lustre  vitreous.  Colorless  to  white. 
Fusible  with  intumescence  to  a  blebby  enamel.  Gelatinizes  with  acids  more  readily  after 
fusion  than  before.  The  solution  contains  lime  and  alkalies.  Hessenberg  considers  it  prob- 
able that  reissite  is  identical  with  Breithaupt's  species  monophane,  and  distinct  from 
epistilbite. 

125.  Riordte.  A  name  given  by  Brauns  to  a  bismuth-tetrahedrite  from  Cremenz,  Ein- 
fischthal  in  Wallis  Canton,  Switzerland.  It  has  a  conchoidal  fracture,  an  iron-black  color, 
black  streak,  and  greasy-metallic  lustre.  An  analysis  gave  S  29  "10,  As  11 '44,  Sb2  19,  Bi 
13  07.  Cu37  o2,  Ag  0-04,  Fe  G-51,  Co  1 -20  =  101 -07.  Found  associatad  with  chalcopy rite. 
It  is  worked  as  an  ore  of  bismuth.  The  composition  places  it  near  annivite,  p.  103.  (T 
Petersen  in  Jahrb.  Min.,. 1870,  590). 

The  name  Bioidte  was  used  formerly  for  a  supposed  selenid  of  zinc,  described  by  Del  Rio, 
and  RioUte  for  a  supposed  selenid  of  silver  as  well  as  the  preceding,  but  both  names  have 
been  dropped  from  the  science,  the  material  on  which  they  were  founded  being  only  a 
mixture. 

807  A.  RosTHORNiTE.    H.  Ildfer,  Jahrb.  Min.,  1871,  p.  561. 

In  lenticular  masses  in  coal.  G.  =1-070,  Lustre  greasy.  Color  brown,  wdth  garnet-red 
reflections  :  in  thin  splinters  wine-yellow.  Composition  :  -624  H40  O.  Analysis  by  Mittereg- 
ger  (1.  c.) : 

C  H  0 

I   84-42  11-01  4-57=100-00 

At  9G"C.  commences  to  melt  to  a  viscous  brownish-red  mass,  which  at  160°  gives  off  bub- 
bles and  at  205°  white  fumes,  heated  to  225^  the  evolution  of  gas  ceases,  leaving  a  thin  dark 
purplish-red  fluid.  Insoluble  in  dilute  nitric  acid  as  also  in  potash  or  alcohol.  Slightly  solu- 
ble in  warm  ether  and  entirely  so  in  warm  oil  of  turpentine.  Completely  soluble  in  benzole 
at  ordinary  temperatures.  From  Sonnberge,  Carinthia.  Resembles  jaulingite  in  physical 
characters,  while  it  is  near  euosmite  in  chemical  composition. 

499.  Sarcopside.    Sarkopsid,  M.  WeUki/,  ZS.  G.  Ges.,  xx.  245,  1868. 

]\Ionoclmic  ?  occurring  in  irregular  ellipsoids,  sometimes  in  distorted  six-sided  plates. 

H.  =4.  G.  =3-692  — 3-730.  Lustre  glistening  to  silky  and  greasy.  Color,  on  fresh  surface, 
flesh-red  to  lavender-blue.  Translucent. in  thin  splinters.  Streak  straw-jellow,  some  grains 
give  a  green  color.    Composition  :  4R^  P  -^R  Fl  +  K  H)  Websky  : 

1?  Fe  Mn         Ca  H  Fl 

f    34-73      8  83      30-53      20-57      3-40       (1-64)  undet. 

In  the  closed  tube  gives  water  which  reacts  for  fluorine,  turns  dark -brown  and  assumes  a 
sub-metallic  Instre.  Fuses  very  easily,  may  be  melted  to  a  bead  on  platinum  wire,  and  this  im- 
parts a  blue-green  color  to  the  outer  flame.  With  the  fluxes  reacts  for  iron  and  manganese, 
and  fused  with  bi-sulphate  of  potash  in  a  closed  tube  reacts  for  fluorine,  coloring  brazil-wood 
paper  and  etching  the  tube.    Soluble  in  dilute  muriatic  and  sulphuric  acids. 

Occurs  with  vivianite  and  hureaulite  in  a  granite  vein  on  a  ridge  between  Michelsdorf  and 
the  valley  of  the  Miihlbach  in  Silesia.  This  mineral  corresponds  so  closely  to  triplite  (p.  543) 
in  chemical  composition  and  pyrognostic  characters,  as  also  in  density  and  hardness,  as  to 
make  it  exceedingly  probable  that  it  may  be  a  variety  of  that  species. 

163  B.  Sellaite.    Str'i.ver,  Atti  della  R.  Accad.  di  Torino,  iv.  1868,  35. 

Tetragonal,  /  on  1  =  123  30',  i-i  on  2-3  161'  34'.  Cleavage  parallel  to  /  and  ^"-2  perfect. 
H.  =5.  G.  =2-972.  Lustre  vitreous.  Fracture  conchoidal.  Colorless.  Transparent.  Com- 
position :  MgFl  ?  In  small  fragments  melts  in  the  flame  of  a  candle  with  intumescence. 
Insoluble  in  water,  also  in  acids,  except  concentrated  sulphuiic  acid,  with  this  it  evolves 
fluohydric  acid.  The  sulphuric  solution  gave  39  64  pr.  ct.  of  magnesia,  which  with  the  other 
chemical  and  physical  properties  of  the  mineral  leads  Striiver  to  consider  the  mineral  a  fluorid 
of  magnesium  analogous  to  flnorite  in  composition. 

Found  with  anhydrite  at  Geibroula  in  Piedmont. 

659  A.  SnioxYTTE.     G.  THchernvil:,  Ber.  Ak.  Wien,  November  Heft,  1869. 

Monoclinic.  Ratio  of  orthodiagonal,  clinodiagonal,  and  vertical  axis  1  :  0*7453  :  0  5041  ;  in- 
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clination  of  axis=C  =  10r  29'.  Observed  planes  /,  0,  ^-2,  1,  U.  Ja/=105'  15',  Oa1-i=146' 
28',  Oa1  =  142' 5', /a  2'"-2  =  160' 34'.  Crystals  minute.  Also  massive.  H.=2-5.  G.=2-244. 
Color  of  the  massive  mineral  bluish-g-reen  to  reddish-yellow.  The  crj^stals  sometimes  color- 
less and  transparent.  Taste  faint,  saliae,  and  bitter.  Unaltered  on  exposure  to  the  air. 
Analysis  :  G.  Tschermak  (1.  c. )  : 

S  Mg  ISTa 

47-17  12-65  18-86  21 -82=100-00 

Thispelds  the  oxygen  ratio  for  R  :  S  :  II,  1  :  3  :  2  or  S+  2lT,  the  same  as  the  formula 
^ven  for  Bloedite  (p.  043),  which  mineral  it  also  resembles  in  crystalline  form.  Tschermak 
remarks  that  simonyite  differs  from  blosdite  in  not  efflorescing-  on  exposure  to  air,  and  losing 
only  a  portion  of  its  water  (4  90  pr.  ct.)  on  being  heated  for  two  hours  in  a  water-bath. 
Occurs  at  Hallstadt. 

A  mineral  of  the  same  composition  and  form,  likewise  unalterable  in  air,  found  at  Stass- 
furth,  has  been  referred  by  Groth  and  Hiutze  to  bloedite,  these  authors  assuming  that  the 
efflorescence  of  bloedite,  noticed  by  earlier  observers,  was  due  to  mixture  with  some  efflo- 
rescent salt.    ZS.  G.  Ges.  1871,  870. 

Stibiotriargentite^  Stibiohexargentite^  see  Dyscrasite. 

595  A.  SussEXiTE.    G.  J.  Brush,  Am.  J.  Sci.,  II.  xl\a.  140,  240,  1868. 
In  fibrous  seams  or  veins.    H.  =3.    G.=3-42.    Lustre  silky  to  pearly.    Color  white  with 
a  tinge  of  pink  or  yellow.  Translucent. 

Composition:  (Mn,  Mg)^  B  +  H  or  (I  (Mn,  Mg)+i  H)'  B.    Analysis:  G.  J.  Brush  (1.  c.)  : 

B  Mn  Mg  H 

31-89         40-10         17  03  9-o9=98-61 

In  the  closed  tube  darkens  in  color  and  yields  neutral  water.  If  turmeric  paper  is  mois- 
tened with  this  water,  and  then  with  dilute  muriatic  acid,  it  assumes  a  red  color  ( boric  acid). 
In  the  forceps  fuses  in  the  flame  of  a  candle  (F  =  2),  and  B.  B.  in  O.  F.  yields  a  black  crys- 
talline mass,  coloring  the  flame  intensely  yellowish-green.  With  the  fluxes  reacts  for  man- 
ganese.   Soluble  in  chlorhydric  acid. 

Found  on  Mine  Hill.  Franklin  Furnace,  Sussex  Co.,  N.  J.,  associated  with  frauklinite, 
zincite,  willemite.  and  other  manganese  and  ziac  minerals.  This  species  approaches  in  com- 
position the  mineral  szaibelyite, 

Talcosite.  G.  H.  F.  UlHch,  Contributions  to  the  Mineralogy  of  Victoria,  Melbourne, 
1870  (pamphlet  of  32  pp.  8vo.). 

In  thin  seams  and  threads  with  scaly  structure,  the  scales  apparently  rhombic  plates.  H. 
=  1—2.  G.  =2-46  — 2-5.  Lustre  pearly.  Color  silver-white,  faint  yrcnish.  or  yello\^'ish. 
Scales  flexible  but  not  elastic.    Resembles  talc.    Analyses  1.  2  by  C.  Xcwliery  (1.  c.) : 

Si  '^l  €r  Fe  Mg  Xa  H 

1.  49  01        45-10  tr.  tr.  tr.  tr.  4-98  =  99-09 

2.  49-07        46-96  tr.  tr.  tr.  '  tr.  3 -73  =  99 -76 

The  oxygen  ratio  of  anal.  1  for  H,  ^1,  Si  is  1  :  5  :  6.    This  mineral  is  perhaps  related  to 
Belwynite,  ^^dth  which  it  occui-s.  and  also  to  westanite  (described  in  this  appendix). 
Obs.    From  Moimt  Ida  near  Heathcote,  Victoria. 

Tellurioumutlisilber.    C.  Rammelsherg.  ZS.  G.  Ges..  xxi.  81. 

Granular.  G.  =7-803.  Lustre  metallic.  Color  gray,  tarnished.  Cuts  with  a  knife,  but 
sufficiently  brittle  to  be  readily  pulverized.    Composition  :  analysis  by  Rammelsberg,  1.  c.  : 

S  Te  Bi  Ag  Cu 

3-32  24  10         48-50         23-35  tr.=99-27 

Rammelsberg  gives  the  relation  of  S  :  Ag  :  Bi  :  Te  as  1  :  2  08  :  2  24  :  18,  but  thinks  it 
may  be  more  correctly  expressed  by  1  :  2  :  2  :  2,  as  the  bismuth  obtained  was  not  free  from 
tellurium,  and  the  formula  of  this  new  tellurium  mineral  maj^  then  be  written  Ag-  S  -H 
Bi-  Te-  or  Ag-  S  +  2  Bi  Te  ?.  He  also  questions  whether  the  mineral  may  not  be  a  mix- 
ture of  argentite  and  tellurid  of  bismuth,  or  of  native  silver  and  sulphotellurid  of  bismuth, 
but  finds  nothing  ia  the  physical  properties  of  the  mineral  to  indicate  a  mixture. 

Obs.    From  Sierra  de  Tapalpa,  Mexico. 
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817  A.  TrdsKERITE.  G.  Tschermak^  J.  pr.  Chem.,  II.  ii.  258,  and  Jahrb.  G.  lleichs., 
1870.  XX.  279. 

Compact  and  amorphous.    H.  =1'5~3.    G.  =1-025.    Lustre  greasy.    Color  hyacinth -red 

to  chestuut-brown.  Transparent  to  translucent.  Analysis,  1,  Hlasiwetz  (L  c);  2,  Niedz- 
wiedzki,  Jahrb.  31in.,  1871,  041 : 

C             H             S             O  Ash 

1.  Cai-pano       81  1          112          47           3-0  None  =  100 

2.  Gams  81  9         10-9         41  3  1   =99  0 

Fuses  at  1G8' — 180 C,  at  a  higher  temperature  gives  off  choking  fumes.  Insoluble  in 
water,  and  only  slig-htly  in  alcohol  and  ether.    Soluble  in  hot  benzole. 

Occurs  in  large  compact  masses  in  bro^^Ti  coal  at  Carpano  near  Albona  in  Istria  ;  also  f otmd 
at  Gams  near  Hietlau  in  Styria.    Resembles  in  composition  the  tasmanite  of  Church  (p.  740). 

573  B.  Tkogekite.    A.  Weisbach,  Jahrb.  Min.,  1871,  870. 

Monoclinic.  in  thin  tabular  crystals.  Cleavage  perfect,  parallel  to  the  broad  tabular  plane. 
G.  =8"8.  Lustre  on  the  cleavage-plane  pearly.  Color  lemon-yellow.  Composition.  l\s- 
-1-20  H  (Winckleri.  Xo  analysis  is  given.  Occurs  with  walpurgite  and  other  uranium  min- 
erals at  the  Weisser  Hirsch  ^Ihie  in  Xeustiidtel  near  Schneeberg,  Saxony. 

Ukanotil.    E.  Borkl-}/.  Jahi-b.  3Iin.,  1870.  780. 

Orthorhombic,  in  acicular  cr\-stals.  Occurring  form  /.  e-i,  m-i  ;  angle  of  prism  /  about 
164'  (Zepharovich).  In  radiated  or  stellated  groups.  Cleavage  probably  basic.  G.  =8  9595, 
Color  lemon-yeUow.    Streak  lighter.    The  mean  of  three  analyses  gave  Boricky  : 

Si  ^  ^Pe  Ca  1p  H 

13-78        66-75  0  51  5  27  0-45        12  67=99 -43 

Giving  a  composition  near  that  of  uranophane  (p.  805).  It  also  resembles  it  in  crystalline 
form,  the  angle  of  prism  /of  uranophane  146  .  giving  162'  for  the  prism 

B.  B.  turns  black.    Soluble  in  warm  muriatic  acid  with  separation  of  llocky  silica. 
Found  with  fluorite,  uranite,  and  quartz  at  Wolsendorf,  Bavaria. 

622  B.    Vanadiolite.    Hermann,  J.  pr.  Chem.,  II.  i.  445. 

Form  not  determined.  Occurs  in  small  crystals,  partly  in  druses.  Color  dark-green, 
almost  black,  in  small  fragments  dark  emerald-green.  Streak  grayish-green.  Lustre  vitre- 
ous, brilliant.    G.  =3  96.    Analysis  gave 

Si  ;^1  Fe  Ca  Mg  V 

15-61  1  10         1-40         34-43         2-61         44-85  =  100.00 

which  Hermann  considers  as  representing  a  compound  of  three  atoms  of  augite,  and  one  of 
subvanadate  of  lime.  He  gives  for  this  the  formula  .  R  Si-i-l'a^'  (V0'+2V0  ).  B.  B.  fuses 
to  a  black  slag  with  caulitiower-like  intumescences.  "With  salt  of  phosphorus  gives  a  dark- 
green  bead,  and  a  silica  skeleton.  Decomposed  on  fusion  with  a  mixture  of  carbonate  of 
soda  and  nitre.  From  Slildilnka  near  Lake  Baikal  associated  with  lavroffite. — A  substance 
containing  as  this  does  over  70  per  cent,  of  a  vanadate,  with  the  balance  a  silicate  corre- 
sponding to  augite  can  scarcely  be  looked  upon  as  a  homogeneous  simple  mineral.  It  is  here 
classed  with  the  vanadates. 

573  A.    Walpurgite.    Walpurgin.  A.  Weisbach.  Jahrb.  Min.,  1871.  870. 

Monoclinic.  in  thin  sculy  crystals.  G.  =5:8.  Lustre  adamantine  to  greasy.  Color  pome- 
granate and  wax-yellow.  Composition  W  As oil  in  which  ii=^  Bi-h  i  (Winckler).  Xo 
analysis  is  given.  Occurs  with  trjgerite  and  other  uranium  orey  at  the  Weisser  Hirsch  Mine 
in  Xeustiidtel  near  Schneeberg,  Saiony. 

323  A.  WESTA>fiTE.  C.  IF.  Blomstrand,  (Ef.  Ak.  Stockh.,  1868,  p.  197,  in  J.  pr.  Ch., 
cv.  341. 

In  radiated  crystalline  masses,  sometimes  in  prismatic  crystals.  H.  =  2  5.  Color  brick 
red.    An  analysis  gave: 

Si  :il  ^  IT 

(42-53)       51  14         1-15         l-Ql  4  17=10000 


42-91  51-93  1-56 
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This  composition  is  near  wortMte,  a  "hydrous  fibrolite,  but  it  differs  from  tliat  mineral  in 
inferior  hardness. 

B.  B.  swells  up  ;  infusible  and  turns  white.    Xot  acted  upon  by  acids. 
Associated  yrith  pyrophyllite  at  Westana,  Sweden. 

601  A.  "WrxKWORTniTE.    H.  How,  Phil.  Mag.,  April,  1871. 

In  imbedded  nodules,  crystalline  on  fracture.  Glistening.  Colorless  to  white.  Trana- 
lucent.    H.  =2— 3.    Composition:  analyses  1.  2.,  H.  How,  1.  c,  : 

Si  B  S  Ca  H 

1.  3-31       (10-13)       36-10      31-66  18-80=100 

2.  4-98       (14-37)      31 -ol      31*14        18-00  =  100 

In  the  closed  tube  gives  water.  B.  B. ,  decrepitates  and  fuses  readily  to  a  clear  bead, 
coloring  the  flame  green  ;  on  continued  blo%ving  froths,  becomes  opaque  and  no  longer  shows 
the  green  coloration. 

Found  in  gypsum  at  Winkworth,  Xova  Scotia.  How  considers  Xo.  1  to  be  represented  by 
11  Ca.  iSi.  9'S,  3B  and  20H,  while  Xo.  2  is  the  same  with  substitution  of  8S  and  4B.  He 
suggests  that  the  mineral  is  intermediate  between  selenite  and  howlite.  May  it  not  be  a 
mixture  ? 

92  A.    WoLFACHiTE.    F.  Sandbcrger,  Jahrb.  Min.  ,  1869.  313. 

T.  Petersen,  Pogg.  Ann.  cxxxvil  397.  Orthorhombic,  in  small  crystals  coating  niccolite 
Observed  planes /.  //i-T.  H.  =5  -5.  G-.  =6.372.  Lustre  metallic.  Color  silver-white  to  tin- 
white.    Streak  black.    Analysis  by  Petersen  (1.  c. ) : 

S  As  Sb  Pb         Ag  Fe  M  Co,  Cu,  Zn 

14-43        33-46        13-17        1-33        0-12        3*71        29-53        traces  ^00. 74 

The  lead  and  silver  were  believed  to  be  due  to  a  small  amount  of  intermingled  galena  and 
dyscrasite.  The  results  give  the  formula  Xi  S'  +  Xi  (As  Sb)-  exactly  the  same  as  given  for 
the  isometric  corynite  (p.  74),  showing  this  compound  to  be  dimorphous.  Corynite  has  a 
lower  density  (5-95 — 6 -03)  and  less  hardness  (4-5 — 5.).  The  pyrognostic  characters  are  the 
same  for  both  minerals  and  both  are  soluble  in  nitric  acid.    From  Wolfach  in  Baden. 

830  E.  Wolhngongite.    B.  SilUman,  Am.  J.  ScL,  II.  xlviii.  85. 

This  name  has  been  given  provisionally  to  a  hydro-carbon  from  Xew  South  "Wales.  Occurs 
in  cubical  blocks,  without  lamination.  Fracture  broad  conchoidal.  Color  greenish  to  brown- 
ish-black. Lustre  resinous.  Translucent  in  thin  shavings,  showing  under  the  microscope 
an  amber-yellow  Hght. 

Alone  in  the  tube  does  not  melt  but  decrepitates  and  gives  off  oil  and  gas.  Ignites  readilv 
and  yields,  when  heated  out  of  access  of  air.  82  5  volatile  matter,  coke  6-5.  and  when  burned 
11  0  per  cent  of  ash.  Insoluble  iu  ether  and  benzole,  but  slightly  acted  upon  by  bi-sulphid 
of  carbon. 


550  A.  Zephaeotichtte.    E.  Borkky.  Sitzb.  Ak.  Wien.  Hx.  593,  1869. 
Crystalline  to  compact,  horn-like  in  aspect.    H.  =5-5.    G.  =2  37.    Color  greenish,  yellow- 
ish or  grayish- white.    Translucent.    Fracture  conchoidal.    Composition : 


^1 

3Pe 

Ca 

ft 

Quartz 

1. 

85 -56 

29-77 

1-07 

0-41 

26-70 

546=98-97 

2. 

37-46 

28-44 

0.54 

tr. 

26-57 

6  05=99-06 

3. 

37-80 

29-60 

0-85 

1-38 

28-98 

0-46=99.07 

Xos.  1  and  2  contained  iatermiagled  wavellite,  and  Xo.  3  an  earthy  gibbsite.  Boricky 
thinks  the  analyses  prove  the  mineral  to  be  essentially  a  phosphate  having  the  formula  iil 

-t-  611,  and  that  in  analysis  2  this  phosphate  is  mixed  with  -,-f  of  wavellite,  while  in  .Xo. 
3  is  associated  with  -,-,7  of  gibbsite  and  of  tribasic  phosphate  of  lime.  The  formula  Al  jP  4- 
6H  differs  from  Callainite  (p.  572)  only  in  containing  1  atom  more  of  water,  and  analysis  2, 
after  deduction  of  the  6-04  of  quaxtz,  gives  IP  40-28,  ^1  30-57.  Ca  0-58,  H  28-56,  a  "result 
which  approaches  the  figures  given  by  Damour  in  his  analysis  of  callainite. 

Occurs  in  sandstone  at  Trenic  in  Bohemia. 
3 
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2.  Notes  on  a  few  previously  described  species. 

198.  BrooJdte.  A.  Schraiif  announces  that  his  recent  cr\-stallog-raphic  studies  liave  proved 
brookite  to  be  monoclinic  and  isomorphous  with  wolframite  (Jahrb.  Min.,  1871,  103). 

636.  Caledonite.  Schrauf  has  found  this  species  to  be  monoclinic  in  crystallization.  He 
makes  «Awi=132''  32',  and  a  c=90  30',  «,  ra,  c,  being  the  planes  so  lettered  in  Miller's 
i^Iineralogy,  and  corresponding,  a  to  i-l,  m  to  /,  and  c  to  6^,  in  this  work.  (Jahrb.  I^Iin. , 
1S71,  374.) 


Ephesite,  see  Lesleyite  below. 


24.  Diamond.  P.  v.  Jeremejew  has  discovered  minute  crystals  of  diamonds  irregularly 
distributed  through  plates  of  xanthophyllite  from  the  Sdhischimskian  Moimtains  near  Slat- 
oust.  They  are  readily  recognized  when  magnified  30  diameters,  and  with  200  diameters 
their  crystalline  form  is  seen  to  be  that  of  the  hexa-tetrahedron  3-;,  combined  with  the  tetra- 
hedron, the  first  four  being  distinctly  convex,  while  the  tetrahedral  plane  is  flat  (like  fig.  59 
p.  21,  except  that  there  are  also  small  flat  tetrahedral  planes).  Most  of  the  ciystals  are 
colorless.  They  are  symmetrically  disposed  in  their  matrix,  their  trigonal  intermediate  axes 
being  vertical  to  the  foliation  of  the  xanthophyllite.  The  g-reen  plates  of  this  mineral,  near- 
est the  rounded  masses  of  the  talcose  slate  and  serjDentine  enclose  unusually  large  numbers 
of  them  and  they  are  likewise  found  in  the  two  rocks  themselves.  Jahrb.  Min.,  1871,  p. 
275  in  Am.  J.  Sci.,  III.  iii.  57. 

Lcsleyite.    The  mineral  named  lesleyite  by  I.  Lea  (see  p.  800)  has  been  analyzed  by  S.  P. 

Sharpies  (Am.  J.  Sci.,  II.  xlvii.  319)  and  J.  L.  Smith  (ib.  xlviii.  254).    Sharpies  examined 

two  varieties,  one  white  (anal.  1),  and  the  other  red  (anal.  3),  Smith  analyzed  the  white 
mineral  (anal.  2). 

Si                            Ve            Ca           Xa  K  H 

1  white,  33-59         55-41           tr                             tr  7-43  4-30=100-73 

2  "     31-18         55-00                         0-45          1-20  4-80=99.91 

3  red,    47-00         33-27          2-84      9-97         6  71=99.79 

The  analysis  of  the  red  variety  was  made  under  Sharples's  direction  by  C.  W.  Roepper.  It  is 
an  entirely  different  substance  from  the  white  mineral,  and  was  properly  referred  to  pinite 
by  Sharpies. 

Smith  compares  the  composition  of  the  white  variety  with  that  of  his  ephesite  (see  Min., 
p.  507)  of  which  he  gives  the  following  new  analysis. 

gi  ^1  Ca  Na  K  tL 

Ephesite  30  70         55-67         2-55         5  52         1-10  4-91=100.45 

There  is  also  a  very  close  correspondence  in  the  physical  as  well  as  in  the  chemical  charac- 
ters of  the  two  minerals,  and  they  are  evidently  closely  related.  Lesleyite  is  found  associ- 
ated with  diaspore  and  both  minerals  have  a  peculiarity  in  regard  to  their  hardness  that 
suggests  a  want  of  homogeneity.  They  are  easily  scratched  with  a  knife,  but  they  both 
contain  particles  which  scratch  topaz.  Under  the  magnifier  they  both  present  glistening 
scales  which  are  soft  and  apparently  micaceous.  It  is  evident  that  the  minerals  are  mix- 
tures of  corundum  and  probably  diaspore  with  a  mica  similar  to  the  damourite  found  at 
the  lesleyite  locality ;  and  that  the  f oHated  soft  mineral  is  damourite  or  a  hydrous  mica 
near  that  species. 

Pattersonite.  This  substance,  classed  temporarily  under  the  mica  group  in  the  supplement 
to  this  mineralogj'  (p.  801),  has  been  analyzed  by'S  P.  Shai-ples  with  the  following  results 
(Am.  J.  Sci,  n.  xlvii.  309). 

Si  Pe  XI  Mg         NaLi  K  ft 

30-20         14-88         20-55         1-28  tr  11-35  11-73=89.99 

The  potash  is  stated  to  have  been  determined  by  the  difference  (loss),  but  the  analysis 
foots  up,  exclusive  of  the  potash,  only  78-64  leaving  21-36  for  potash  instead  of  11  "35.  This 
large  error  runs  through  the  calculated  oxygen  ratios,  and  hence  is  not  typographical.  In 
view  of  it.  the  analysis  leads  to  no  satisfactory  conclusion.  The  percentages  of  silica,  iron, 
alumina  and  water  are  very  near  those  of  prochlorite. 
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463.  Sdc^ynite.  Ulricli  now  regards  tMs  species  as  belonging  to  the  pinite  group  (Con- 
trib.  Min.  Victoria,  p.  24). 

98.  Si/lmrdte.  Schrauf's  recent  crystallographic  researches  makes  this  species  ortho- 
rhombic  in  crystallization.  He  says  that  he  has  observed  the  twins  described  by  Kokscharof ; 
and  that  the  angles  and  planes  are  given  rightly  by  Miller ;  and  that  he  has  observed  17 
new  planes.    (Jahrb.  JMin.,  1871,  394.) 

Tridymite.  This  new  variety  of  silicic  acid,  discovered  by  v.  Eath  (p.  805,  this  Min.) 
in  Mexican  porphyry,  has  been  found  in  many  localities  in  Europe  ;  it  is  especially  well  charac- 
terized in  the  trachyte  of  Drachenfels  and  in  the  orthoclase-porphyry  of  Waldbockelheim. 

610.  Wolframite.  Des  Cloizeaux  has  shown  that  this  species  is  monoclinic  in  crystalli- 
zarion.    C.  R.  Ixix.  868. 


New  York,  August,  1873. 
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DOWNING.  FRUITS  AND  FRUIT-TREES  OF  AMERICA;   or  the 

Culture,  Propagation,  and  Management  in  the  Gardt.'n  and 
Orchard,  of  Frait-trees  generally,  with  descriptions  of  all  th& 
finest  varieties  of  Fruit,  Native  and  Foreign,  cultivated  in  this 
country.  By  A.  J.  Downing.  Second  revision  and  correction, 
with  large  additions.  By  Chas.  Downing.  1  vol.  8to,  over 
1100  pages,  with  several  hundred  outline  engravings.-  Price, 

with  Supplement  for  1872  $5  00 

"As  a  work  of  reference  it  has  no  equal  in  this  country,  and  deserves  .1  place  in 
the  Library  of  every  Poniologist  in  America." — Marshall  P.  Wilde7\ 

**  ENCYCLOPEDIA  OF  FRUITS;  or,  Fruits  and  Fruit- 
Trees  of  America.  Part  1. — Apples.  With  an  Appendix 
containing  many  new  varieties,  and  brought  down  to  1872. 
By  Chas.  Downing.  With  numerous  outline  engravings.  8vo, 
full  cloth  $2  50 

"  ENCYCLOPEDIA  OF  FRUITS;  or,  Fruits  and  Fruit- 
Trees  of  America.  Part  2. — CnEiiKiES,  Grapes,  Peaches, 
Pears,  &c.  With  an  Appendix  containing  many  new  varie- 
ties, and  brought  down  to  1872.  By  Chas.  Downing.  With 
numerous  outline  engravings.    8vo.  full  cloth  $2  50 

*•  FRUITS  AND  FRUIT-TREES  OF  AMERICA.    By  A.  J. 

Do^vning.  First  revised  edition.  Bv  Chas.  Downing  12mo, 
cloth  \  $2  00 

"  SELECTED  FRUITS.    From  Do%vning's  Fruits  and  Fmit- 

Trees  of  America.  With  some  new  varieties,  including  their 
Culture.  Propagation,  and  Management  in  the  Garden  and 
Orchard,  with  a  Guide  to  the  selection  of  Fruits,  with  refer- 
ence to  the  Time  of  Ripening.  By  Chas.  Do^\^ling.  Illus- 
trated with  upwards  of  four  hundred  outlines  of  Apples, 
Cherries,  Grapes,  Plums,  Pears,  etc.    1  vol.,  12mo.  .  .  .i^'i  50 

*»  LOUDON'S  GARDENING  FOR  LADIES,  AND  COM- 
PANION TO  THE  FLOWER-GARDEN.  Second 
American  from  third  London  edition.  Edited  by  A.  J. 
Downing.    1  vol.,  12mo  $2  00 

DOWNING  &      THE  THEORY   OF   HORTICULTURE,     By  J.  Lindiey. 
LINDLEY.        With  additions  by  A.  J.  Downing.    12mo,  cloth  $2  00 

DOWNING.  COTTAGE  RESIDENCES.  A  Series  of  Designs  for  Rural 
Cottages  and  Cottage  Villas,  with  Garden  Grounds.  By  A. 
J.  Downing.  Containing  a  revised  List  of  Trees,  Shrubs, 
and  Plants,  and  the  most  recent  and  best  selected  Fruit,  with 
some  account  of  the  newei  .style  of  Gardens.  By  Henry 
Winthrop  Sargent  and  Charles  Downing.  With  many  new 
designs  in  Rural  Architecture.  By  George  E  Harney, 
Architect.    1  vol.  4to    |6  0^ 
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LIEBIC. 
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HINTS  TO  PERSONS  ABOUT  BUILDING  IN  THE 
COUNTRY.  By  A.  J.  Downing.  And  HINTS  TO 
YOUNG  ARCHITECTS,  calculated  to  facilitate  theii 
practical  operations.  By  George  Wightvv-ick,  Architect. 
Wood  engravings.    8 vo,  cloth   . ..  .$2  00 

LANDSCAPE  GARDENING  ;  or  How  I  Out  a  Gar- 
den.  Intended  as  a  general  guide  in  cJioo.sing,  forming, 
or  iuiprovijQg  an  estate  (from  a  quarter  of  an  acre  to  a  hun- 
dred acres  in  extent),  with  reference  to  both  design  and  exe- 
cution. "With  numerous  fine  wood  engravings.  B}'  Edward 
Kemp.    1  vol.  12rao,  cloth  §2  50 

CHEMISTRY  IN  ITS  APPLICATION  TO  AGRICUL- 
TURE, &c.    By  Justus  Von  Liebig.    12mo,  cloth.. .  .$1  00 

LETTERS  ON  MODERN  AGRICULTURE.  By  Baron 
Von  Liebig.  i:dited  by  John  Blyth,  M.D.  With  addenda 
by  a  practical  Agriculturist,  embracing  valuable  suggestions, 
adax>ted  to  the  wants  of  American  Farmers.  1  vol.  12mo, 
cloth  $1  00 

PRINCIPLES  OF  AGRICULTURAL  CHEMISTRY,  with 

special  reference  to  the  late  researches  made  in  England.  By 
Justus  Von  Liebig.    1  vol.  12mo  75  cents. 

HISTORY  AND  CULTURE  OF  THE  ROSE.    By  S.  B. 

Parsons.     1  vol.  12mo  \  .$1  25 


ARCHITECTURE. 

DOWNING.  COTTAGE  HESIDENCFS ;  or,  a  Series  of  Designs  for  Rural 
Cottages  and  Cottage  Villas  and  their  Gardens  and  Grounds, 
adapted  to  North  America.  By  A  J.  Do-wning.  Containing 
a  revised  List  of  Trees,  Shrubs,  Plants,  and  the  most  recent 
and  best  selected  Fi-uits.  With  some  account  of  the  newer 
style  of  Gardens,  by  Iler.ry  AVentwoith  Sargent  ai:d  Charles 
Downing.  With  manj'  new  designs  in  Rural  Architecture  by 
George  E.  Harney,  Architect  $6  00 

DOWNING  &       HINTS  TO  PEESCN3   ABOUT  BUILDING  IN  THE 
WIGHTWICK.        COUNTRY.      By   A.  J.    Downing.      And  HINTS  TO 
YOUi-'-G   ARCKITECTS,  calculated  to  facilitate  their 
practical    operations.      By  George  Wighiwick,  Architect. 
With  many  wood-cuts.    8vo,  cloth  -$2  00 

HATFIELD.  THE  AMERICAN  HOUSE  CARP-.NTSR.  A  Treatise 
upon  Architecture,  Cornices,  and  INIouldings,  Framing,  Doors, 
Windovv's,  and  Stairs  ;  together  with  the  most  important 
principles  of  Practical  Geometiy.  New,  thoroughly  revised, 
and  improved  edition,  with  about  150  additional  pages,  and 
numerous  additional  plates.  By  R.  G.  Hatfield.  1  vol. 
8vo  $3  50 

NOTICES  OF  THE  WOIIK. 
The  clearest  and  most  thoroughly  practical  work  on  the  puhjcct."'' 
"This  work  is  a  juost  excellent  one,  very  comprehensive,  and  lucidly  arranged." 
•'This  work  commends  itself  by  its  practical  e.xcpllence." 

"It  is  a  valuable  addition  to  the  lii)rary  of  the  architect,  and  almost  indi-pensable 
to  every  Rcientific  master-mechanic." — R.  A'.  Journal. 

HOLLY  CARPENTERS'  AND  JOINERS'  HAND-BOOK,  contain- 

ino-  a  Treatise  on  Framing.  Roofs,  etc.,  and  useful  F.ules  and 
Tables.    By  H.  W.  Holly.    1  vol.  18mo,  cloth  $0  75 

««  THE  ART  OF  SAW-FILING  SCIENTIFICALLY 
TREATED  AND  EXPLAINED.  With  Directions  fot 
putting  in  order  all  kinds  of  Saws.  By  H.  W.  Holly.  18mo, 
cloth  $0  75 

R  US  KIN  SEVEN  LAMPS  OF  ARCHITECTURE.  1  vol.  12mo, 
cloth,  plates  $1  75 
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RUSKIN. 


WOOD. 


LECTURES  ON  ARCHITECTURE   AND  PAINTING. 

1  vol.  12mo,  cloth,  i)late9  |1  50 

LECTURE  BEFORE  SOCIETY  OP  ARCHITECTS.  0  15 

A  TREATISE  ON  THE  RESISTANCE  OP  MA- 
TERIALS, and  an  Appendix  on  the  Preservation  of  Timber. 
By  De  Volsou  Wood,  Prof,  of  Engineering,  University  of 
Michigan.    1  vol.  8vo,  cloth  ^2  50 

This  work  is  used  ;is  ii  Tcxt-lJook  in  Iowa  U)ii  vei-ity,  Iowa  Afn"icultnra]  College, 
Illiuois  Industrial  University,  Sheiiield  ScicntiHc  School,  JS'ew  H  ivt  a,  Cooper 
Institute,  New  Yoi  k,  Polytechnic  College,  lirookljn,  University  of  ^Michigan, 
aud  other  insiitutions. 

A  TREATISE  ON  BRIDGES.  Designed  as  a  Text-book  and 
for  Practical  Use.  By  De  Volson  Wood.  1  vol.  8vo,  nu- 
merous illustrations,  . .   $3  00 


ASSAYING-ASTRONOMY. 

BO  DEM  ANN.  A  TREATISE  ON  THE  ASSAYING  OF  LEAD,  SILVER, 
COPPER,  GOLD,  AND  MERCURY.  By  Bodemann 
and  Kerl.  Translated  by  W.  A.  Goodyear.  1  vol.  12 mo, 
cloth  $2  50 

MITCHELL.  A  MANUAL  OF  PRACTICAL  ASSAYING.  By  John 
Mitchell.  Third  edition,  edited  by  William  Crookes.  1  vol. 
thick  8vo,  cloth  $10  00 

NORTON.  A  TREATISE  ON  ASTRONOMY,  SPHERICAL  AND 
PHYSICAL,  with  Astronomical  Problems  and  Solar,  Lunar, 
and  other  Astronomical  Tables  for  the  use  of  Colleges  and 
Scientific  Schools.  By  William  A,  Norton.  Fourth  edition, 
revised,  remodelled,  and  enlarged.  Numerous  plates.  8vo, 
cloth  $3  50 


BIBLES,  &c. 

BACSTER.  THE  COMMENTARY  WHOLLY  BIBLICAL.  Contents: 

— The  Commentary :  an  Exposition  of  the  Old  and  New  Tes- 
taments in  the  very  words  of  Scripture.  2264  pp.  XL  An 
outline  of  the  Geography  and  History  of  tho  Nations  men- 
tioned in  Scripture.  III.  Tables  of  Measures,  Weights,  and 
C  )ins.  IV.  An  Itinerary  of  the  Children  of  Israel  from 
Egypt  to  the  Promised  Land.  V.  A  Chronological  compara- 
tive Table  of  the  Kings  and  Prophets  of  Israel  and  Judah. 
VI.  A  Chart  of  the  W^orld's  History  from  Adam  to  the  Third 
Century,  A.  D.  VII.  A  complete  Series  of  lUustrr.tive  Maps. 
IX.  A  Chronological  Arrangement  of  the  Old  and  New  Tes- 
taments. X.  An  Index  to  Doctrines  and  Subjects,  with 
numerous  Selected  Passages,  quoted  in  full.  XI.  An  Index 
to  the  Names  of  Persons  mentioned  in  Scripture.  XII.  An 
Index  to  the  Names  of  Places  found  in  Scripture.  XIIL 
The  Names,  Titles,  and  Characters  of  Jesus  Christ  our  Lord, 
as  revealed  in  the  Scriptures,  methodically  arranged. 


2  volumes  4to,  cloth  $19  50 

2  volumes  4to,  half  morocco,  gilt  edges   2G  00 

2  volumes  4to,  morocco,  gilt  edges    35  00 

3  volumes  4to,  cloth   20  00 

3  volumes  4to,  half  morocco,  gUt  edges   33  00 

3  volumes  4t  >,  morocco,  gUt  edges   40  00 


BLANK-PAGED    THE  HOLY  SCRIPTURES  OF  THE  OLD  AND  NEW 
BIBLE.        TESTAMENTS;  with  copious  references  to  parallel  and 
illustrative  passages,  and  the  alternate  pages  ruled  for  MS. 
notes. 

Tliis  edition  of  the  Scriptures  contains  the  Authorized  Version,  illustrated  by  ttie 
referencfs  of  "Bagster's  Polyglot  Bible,"  and  enriched  -svith  accurate  maps, 
useful  tables,  and  an  Index  of  Subjects. 

1  voL  8vo,  half  morocco  $8  50 

1  voL  Svo,  morocco  10  50 


94 


JOHN  WILEY  &  son's  LIST  OF  PUBLICATIONS. 


THE  TREASURY  Containing  the  authorized  English  version  of  the  Holy  Scriptures, 

BIBLE.  interleaved  with  a  Treasury  of  more  than  500,000  Parallel 

Passages  from  Canne,  Brown,  Blayney,  Scott,  and  others. 
With  numerous  illustrative  notes. 

1  vol. ,  half  bound  $7  50 

1  vol. ,  morocco  10  00 

COMMON   PRAYER.   48mo  Size. 

{Done  in  London  expressly  foi'  us.) 

COMMON  No.  1.  Gilt  and  red  edges,  imitation  morocco  $0  62^ 

PRAYER.  No.  2.  Gilt  and  red  edges,  rims   87^ 

No.  3.  Gilt  and  red  edges,  best  morocco  and  calf  '  1  25 

No.  4.  Gilt  and  red  edges,  best  morocco  and  calf,  rims. .  1  50  . 


JONES. 


BOOK-KEEPING. 

BOOKKEEPING  AND  ACCOUNTANTSHIP.  Elementary 
and  Practical.  In  two  parts,  with  a  Key  for  Teachers.  By 
Thomas  Jones,  Accountant  and  Teacher.  1  volume  8vo 
cloth  $2  50 

BOOKKEEPING  AND  ACCOUNTANTSHIP.  School  Edi- 
tion.   By  Thomas  Jones.    1  vol.  8vo,  half  roan  $1  50 

BOOKKEEPING    AND    ACCOUNTANTSHIP.      Set  of 

Blanks.    In  6  parts.    By  Thomas  Jones  §1  50 

BOOKKEEPING  AND  ACCOUNTANTSHIP.  Double 
Entry;  Results  obtained  from  Single  Entry;  Equation  of 
Payments,  etc.    By  Thomas  Jones.    1  vol.  thin  Svo. .  .$0  75 


CHEMISTRY. 

CRAFTS.  A  SHORT   COURSE   IN   QUALITATIVE  ANALYSIS; 

with  the  new  notation.  By  Prof.  J.  M.  Crafts.  Second 
edition.    1  vol.  12mo,  cloth  $1  50 

JOHNSON'S        A  MANUAL  OF  QUALITATIVE  CHEMICAL  ANALY- 
FRESENIUS.        SIS.    By  C.  R.  Fresenius.    Edited  by  S.  W.  Johnson,  Pro- 
fessor in  Sheffield  Scientific  School,  Yale  College.  With 
Chemical  Notation  and  Xomenclature.  old  and  new,    1  vol. 
Svo,  cloth  $4  50 

«*  A  SYSTEM  OF  INSTRUCTION  IN  QUANTITATIVE 
CHEMICAL  ANALYSIS.  By  C.  R.  Fresenius.  From 
latest  editions,  edited,  with  additions,  by  Prof.  S.  W.  John- 
son. With  Chemical  Notation  and  Nomenclature,  old  and 
new  $6  00 

KIRKWOOD  COLLECTION  OF  REPORTS  (CONDENSED)  AND 
OPINIONS  OF  CHEMISTS  IN  REGARD  TO  THE 
USE  OF  LEAD  PIPE  FOR  SERVICE  PIPE,  in  the 

Distribution  of  Water  for  the  Supply  of  Cities.  By  Jas.  P. 
Kirkwood.    Svo,  cloth  $1  50 

MILLER.  ELEMENTS  OF  CHEMISTRY,  THEORETICAL  AND 

PRACTICAL.    By  Wra.  Allen  IVIiller.    3  vols.  Svo.  ..$jS  00 

»•  Part  I.— CHEMICAL  PHYSICS.    1  vol.  Svo  $4  00 

*♦  Part  II.— INORGANIC  CHEMISTRY.    1  vol.  Svo   0  00 

•«  Part  III.— ORGANIC  CHEMISTRY.    1  vol.  Svo  10  00 

"Dr.  Miller's  Chemistry  is  a  work  of  which  the  author  has  every  rca=on  to  feel 
proud.  It  is  now  by  far  the  largest  and  most  accurately  written  Treatise  on 
Chemistry  in  the  English  language,"  etc.— Dnblin  Med.  Journal. 

*»  MAGNETISM  AND  ELECTRICITY.    By  Wm.  Allen  Miller. 

1  vol.  Svo  $2  50 
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MUSPRATT. 


NOAD. 


PERKINS. 


BOUVIER 
AND  OTHERS. 


COE. 


RUSKIN. 


SMITH. 


WARREN. 


CHEMISTRY  — THEORETICAL,  PRACTICAL,  AND 
ANALYTICAL — as  applied  and  relating  to  the  Arts  and 
Manufactures.  By  Dr.  Sheridan  Muspratt.  2  vols.  8vo, 
cloth,  $18.00;  half  russia  $24  00 

A  MANUAL  OF  QUALITATIVE  AND  QUANTITATIVE 
CHEMICfliL  ANALYSIS.  For  the  use  of  Students.  By 
H.  M.  Xoad.  author  of  ''Manual  of  Electricity."  1  vol. 
12mo.    (London.)    Complete  $G  00 

QUANTITATIVE  ANALYSIS.    1  vol.  cloth   4  00 

AN  ELEMENTARY  MANUAL  OF  QUALITATIVE 
CHEMICAL  ANALYSIS.  •  By  Maurice  Perkins.  12ino, 
cloth  §1  00 

DRAWING  AND  PAINTING. 

HANDBOOK  ON  OIL  PAINTING.  Handbook  of  Young 
Artists  and  Amateurs  in  Oil  Painting-;  being  chiefly  a  con- 
densed compilation  from  the  celebrated  Manual  of  Bouvier, 
vdth  additional  matter  selected  from  the  labors  of  Merriwell, 
De  Montalbert,  and  other  distinguished  Continental  writers 
on  the  art.  In  7  parts.  Adapted  for  a  Text-Book  in 
Academies  of  both  sexes,  as  well  as  for  self -instruction. 
Appended,  a  new  Explanatory  and  Critical  Vocabulary.  By 

an  American  Artist.    12mo,  cloth  .$2  00 

PROGRESSIVE  DRAWING  BOOK.  By  Benj.  H.  Coe. 
Ore  vol.,  cloth  83  50 

DRAWING  FOR  LITTLE  FOLKS  ;  or,  Fiist  Lessons  for 
the  Nursei-y.    30  drawings.    Xeat  cover  $0  20 

FIRST  STUDIES  IN  DRAWING^  Containing  Elementary 
Exercises.  Drawings  from  Objects,  Animals,  ajid  Rustic 
Figures.  Complete  in  hrrf  nuinoers  of  18  studies  each,  in 
neat  covers.    Each  $0.20 

COTTAGES.  An  Introduction  to  Lar.dscape  Drawing  Con- 
tuiniii'i  72  Sfudus.  Complete  in  four  numbers  of  18  studies 
each,  in  neat  covers.    Each  $0.20 

EASY  LESSONS  IN  LANDSCAPE.  Complete  in  four 
numbei-s  of  10  Studies  each,    in  neat  8 vo  cover.   Each.  $0  20 

HEADS,  ANIMALS,  AND  FIGURES.  Adapted  to  Pencil 
Drawing.  Complet'-  in  three  numbers  of  10  Studies  each. 
In  neat  8vo  cover.s.    Each   .  $0  20 

COPY  BOOK,  WITH  INSTRUCTIONS  $0  37^ 

THE  ELEMENTS  OF  DRAWING.  In  Three  Letters  to 
Beginners.    By  John  Ruskin.    1  vol.  12mo  $1  00 

THE  ELEMENTS  OF  PERSPECTIVE.  Arranged  for  the 
use  of  Schools.    By  John  Buskin  $1  00 

A  MANUAL  OF  TOPOGRAPHICAL  DRAWING.  By 

Prof.  R.  S.  Smith.     Second  edition.     1  vol,  8vo,  cloth, 

plates  $2  00 

MANUAL  OF  LINEAR  PERSPECTIVE.  Form,  Shade, 
Shadow,  and  Reflection.    By  Prof.  R.  S.  Smith.    1  vol.  8vo, 

plates,  cloth  $2  00 

CONSTRUCTIVE  GEOMETRY  AND  INDUSTRIAL 
DRAWING.  By  S.  Edward  Warren,  Professor  in  the  Mas- 
sachusetts Ins  itutu-  of  Technology,  Boston: — 

1.  ELEMENTARY  WORKS. 

1.  ELEMENTARY  FREE-HAND  GEOiVIETRICAL  DRAWING. 

A  series  of  progressive  exercises  on  regular  lines  and  forms, 
including  systematic  instruction  in  lettering ;  a  training  of 
the  eye  and  hand  for  all  who  are  learning  to  draw.  12mo, 

cloth,  many  cuts   75  cts. 

Vols-  1  and  3,  bound  in  1  vol  $1  75 
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2.  PLANE  PROBLEMS  IN  ELEiMENTART  GEOMETRY.  With 

numerous  wood-cuts,    12mo,  cloth  $1  25 

3.  DRAFTING  INSTRUjMENTS  AND  OPERATIONS.  Con- 

taining- full  information  about  all  the  instnimoats  and 
materials  used  by  the  draftsmen,  vrith  full  directions  for  their 
use.    With  plates  and  wood-cuts    One  vol.  12mo,  cloth,  $1  25 

4.  ELEMENTARY  PROJECTION  DRAWING.    Revised  and  en- 

larged edition.  In  five  divisions.  Thi^^  and  the  last  volr.nae 
are  favorite  text-books.  esi)eciallj  vuluable  to  all  Mechanical 
Ai'tisaus.  and  are  particularly  recommended  for  the  use  of  all 
higher  public  and  private  schools.  New  revised  and  enlarged 
editioa,  with  numerous  wood-cuts  and  plates.  (1872. )  1 2aio, 
cloth  $1  ."0 

5.  ELEMENTARY  LINEAR  PERSPECTIVE  OF  FORMS  AND 

SHADOWS.  Part  I.— Primitive  Methods,  with  an  Introduc- 
tion. Part  II. — Derivative  ^Methods,  with  Notes  on  Aerial 
Perspective,  and  many  Practical  Examples.  Numerous  wood- 
cuts.   1  vol  12mo.  cloth  $1  00 

n.  HIGHER  V/ORKS. 

These  are  designed  principally  for  Schools  of  Engineering  and 
Architecture,  and  for  the  members  generally  of  those  professions; 
and  th  •  first  three  are  also  designed  for  use  in  those  colleg-es  Avhich 
provide  courses  of  study  adapted  to  the  preliminary  general 
training  of  candidates  for  the  scientific  professions,  as  well  as  for 
those  technical  schools  which  undertake  that  training  themselves. 

1.  GENERAL  PROBLEMS   OF  ORTHOGRAPHIC  PROJEC- 

TIONS. The  foundation  course  for  the  subsequent  theo- 
retical and  practical  works.  A  new  edition  of  this  work  will 
soon  appear. 

2.  GENERAL  PR0BLE:\IS  OF  SHADES  AND  SH.VDOWS.  A 

wider  range  of  problems  than  can  elsewhere  be  found  in 
English,  and  the  principles  of  shading.  1  vol.  8vo,  with 
numerous  plates.    Cloth   $3  50 

3.  HIGHER  LINEAR  PERSPECTR^E.    Distinguishc  1  by  its  con- 

cise summary  of  varioxis  methods  of  perspective  construction ; 
a  full  set  'if  standard  problems,  and  a  careful  discussion  of 
special  higher  ones.  With  numerous  large  platea  Svo, 
cloth   -H  00 

4.  ELEMENTS  OF  IMACHINE  CONSTRUCTION  AND  DRAW- 

ING ;  or,  jMachine  Dra\^ings.  With  some  elements  of  descrip- 
tive and  rational  cinematics.  A  Text-Book  for  Schools  of 
Civil  and  INIechanical  Engineering,  and  for  the  use  of  Me- 
chanical Establishments,  Artisans,  and  Inventors.  Containing 
the  principles  of  gearings,  screw  propellers,  valve  motions,  and 
governors,  and  many  standard  and  novel  examples,  mostly  from 
present  American  practice.  By  S.  Edward  Warren.  2  vols. 
8vo.  1  vol.  text  and  cuts,  and  1  vol.  large  plates. .  ,  .$7  50 
A  FEW  FROM  MANY  TESTIMONIALS. 

♦*It  seems  to  me  that  your  W'oi-ks  only  need  a  thoiouyh  examination  to  be  iutro- 
ducpfl  and  perinanently  used  in  all  the  Scientific  and  Encrinoerinp  Schools." 
— Prof.  J.  G.  FOX.  Collegiate  and  EmjineeriiKj  JimtUute,  Ae?o  Yor^-  City. 

•*I  have  used  severnl  of  yoiir  Elementary  Worlc^.  and  believe  them  to  be  better 
adapted  to  the  puri>u;-es  of  iii-trni/tion  than  any  others  with  which  I  am 
acquainted.'"— H.  F.  WALLING,  Prof,  of  Civil  a>>d  Topofjrapliical  Engi- 
ueeriiKh  Lafayeue  CoUene,  Eaxtov.  Pn. 

•*yo'.ir  \\^)rks  appear  to  nie  to  fill  a  very  imi)ortant  gap  in  the  litei  ature  of  the 
subjects  treated.  Any  effort  to  draw  Artisans,  etc.,  away  from  the  'rule  of 
ohunib,'  and  give  them  an  ins^ight  into  principles,  is  in  the  righr  direction, 
and  meets  my  heartiest  approval.  This  {•»  the  distinguishing  feature  or  voiir 
fileuKMitary  "Wurks."  — l^of .  H.  L.  LUSTIS,  Lawrenct  Scie>UiJic  !Schu<A_ 
Carnbj-idge,  Mass. 

"Tin  author  ha*  hapi'ily  divided  the  pubjecta  into  two  srrent  poj-ti'ons:  tl.efoimer 
embracing  thu.-e  procesi>e.s  ajid  problems  pnjper  to  be  taught  to  all  students  in 
In'^titutions  of  Elementarj-  Instruction  ;  the  latter,  those  suited  to  adv  anced 
sradents  prcpaiiuir  for  technical  purpo.ses.  Tin:  Elemcutary  Books  ought  to 
be  used  in  all  High  Schools  and  Academies:  the  Higher  ones  in  Pchools  o| 
Teclmology." — WM.  W.  FOLWEXlL,  PreiideiU  of  University  of  Minnettota, 
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MACFARLANE. 


REIMANN. 


AUSTIN. 


COLBURN 


KNIGHT. 


MAHAN. 


DYEING,  &c. 

A  PRACTICAL  TREATISE  ON  DYEING  AND  CALICO- 
PRINTING.  lucluding  the  latest  luventions  and  ImiJiovc- 
ments.  With  an  Appendix,  comprising  definitions  of  chemical 
terms,  with  tables  of  Weights,  Measures,  &c.  By  an  expe- 
rienced Dyer.  With  a  supplement,  containing  the  most 
recent  discoveries  in  color  chemistry.  By  Ilobert  3Iacfarlane. 
1  vol.  8vo  $5  00 

A  TREATISE  ON  THE  MANUFACTURE  OF  ANILINf] 
AND  ANILINE  COLORS.  By  M.  Reimann.  To  which 
is  added  the  Report  on  the  Coloring  Matters  derived  from 
Coal  Tar,  as  shown  at  the  French  Exhibition,  1867.  By  Dr. 
Hofmann.    Edited  by  Wm.  Crookes.    1  vol.  8vo,  cloth,  $2  50 

*'Dr.  Ileiinann'.'?  portinn  of  the  Treatise,  written  in  concise  languasie,  is  profoundly 
practical,  .^vin:^  trie  minutest  details  of  tlie  jn-ofesses  for  obtaining  all  the 
more  important  colors,  with  'A'omlcuts  of  apparatus.  Taken  in  conj\;nction 
with  Hofmanu's  Report,  we  have  now  a  cotnpleto  History  of  Coal  Tar  Dyes, 
both  theoretical  and  practical." — Chemint  and  Drugcjist. 

ENGINEERING. 

A  PRACTICAL  TREATISE  ON  THE  PREPARATION, 
COMBINATION,  AND  APPLICATION  OF  CALCA- 
REOUS AND  HYDRAULIC  LIMBS  AND  CEMENTS. 

To  which  is  added  many  useful  recipes  for  various  scientific, 
mercantile,  and  domestic  purposes.     By  James  G.  Austin. 

1  vol.  12mo  $2  00 

LOCOMOTIVE  ENGINEERING  AND  THE  MECHAN- 
ISM OF  RAILWAYS.  A  Treatise  on  the  Prmciples  and 
Construction  of  the  Locomotive  Engine,  Railway  Carriages, 
and  Railway  Plant,  with  examples.  Illustrated  by  Sixty-four 
large  engravings  and  two  hundred  and  forty  woodcuts.  By 
Zerah  Colburn.    Complete,  20  parts,  $15.00;    or  2  vols. 

cloth  $10  00 

Or,  half  morccco.  gilt  top  $20  00 

THE  MECHANICIAN  AND  CONSTRUCTOR  FOR  EN- 
GINEERS. Comprising  rorgin.r.  Planing,  Lining.  Slotting, 
Shaping,  Turning,  Screw-cutting,  &c.  Illustrated  with 
ninety-six  plates.  By  Cameron  Eaiight.  1  vol.  4to,  half 
morocco  |15  00 

AN  ELEMENTARY  COURSE  OF  CIVIL  ENGINEER- 
ING, for  the  use  of  the  Cadets  of  the  U.  S.  3Iilitary  Academy. 
By  D.  H.  ]\tahan.     1  vol.  8vo,  with  numerous  woodcuts. 
New  edition.      Edited  bv  Prof.  De  Volson  Wood.  Full 
cloth  ;  $5  00 

DESCRIPTIVE  GEOMETRY,  as  applied  to  the  Drawing  of 
Fortifications  and  Stone-Cutting.  For  the  use  of  the  Cadets 
of  the  U.  S.  Military  Academy.  By  Prof.  D.  H.  Mahan. 
1  vol.  8vo.    Plates  $1  50 

INDUSTRIAL  DRAWI'-JG.  Comprising  the  Description  and 
Uses  of  Drawing  Instruments,  the  Construction  of  Plane 
Figures,  the  Projections  and  Sections  of  Ge  .metrical  Solids, 
Architectural  Elements,  Mechani-m.  and  Topographical 
Dra\%Tng.  With  remarks  on  the  method  of  Teaching  the 
subject.  For  the  use  of  Academies  and  Coram  n  Schools. 
By  Prof.  D.  H.  Mahan.  1  vol.  8vo.  Twenty  steel  plates. 
Full  cloth  $8  00 

A  TREATISE  ®N  FIELD  FORTIFICATIONS.  Contam- 
ing  instruction.^  on  the  Methods  of  Laying  Out,  Constructing, 
Defending,  and  Attacking  Entrenchments.  With  the  General 
Outlines,  also,  of  the  Arrangement,  the  Attack,  and  Defence 
of  Pennanent  Fortifications.  By  Prof.  D.  H.  Mahan.  New 
edition,  revised  and  enlarged,  1  vol.  8vo,  full  cloth,  with 
plates  $3  50 

ELEMENTS  OF  PERMANENT  FORTIFICATIONS.  By 
Prof.  D.  H,  Mahan.  1  vol.  8vo,  with  numerous  large  plates. 
Clotli  |6  50 
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MAHAN. 


MAHAN 

&  MOSELY. 


MAHAN 

&  BRESSE. 


WOOD. 


BACSTER. 


GREEN. 


LETTERIS. 


ADVANCED  GUARD,  OUT-POST,  and  Detachment  Servlct 

of  Troops,  with  the  Essential  Principles  of  Strategy  and 
Grand  Tactics.  For  the  use  of  Officers  of  the  Militia  and 
Volunteers.  By  Prof.  D.  H.  Mahan.  New  edition,  with 
large  additions  and  12  plates.    1  vol.  18mo,  cloth  $1  50 

MECHANICAL  PRINCIPLES  OF  ENGINEERING 
AND  ARCHITECTURE.  By  Heury  Mosely,  M.  A. ,  F.R.  S. 
From  last  London  edition,  with  considerable  additions,  by 
Prof.  D.  H.  Mahan,  LL.D.,  of  the  U.  S.  Military  Academy. 
1  vol.  8vo.  700  pages.    With  numerous  cuts.    Cloth.  .  .$5  00 

HYDRAULIC  MOTORS.  Translated  from  the  French  Coura 
de  Mecanique,  appliquee  par  M.  Bresse.  By  Lieut.  F.  A. 
Mahan,  and  revised  by  Prof.  D.  H.  Mahan  1  vol.  8vo, 
plates  |2  50 

A  TREATISE  ON  THE  RESISTANCE  OF  MATE- 
RIALS,  and  an  Appendix  on  the  Preservation  of  Timber. 
By  De  Volson  Wood.  Professor  of  Engineering,  University  of 
Michigan.    1  vol.  8vo,  cioth  $5  50 

A  TREATISE  ON  BRIDGES.  Designed  as  a  Text-book  and 
for  Practical  Use.  By  De  Volson  Wood.  1  vol.  8vo,  nume- 
rous illustrations,  cloth  $3  00 

CREEK. 

GREEK  TESTAMENT,  ETC.  The  Critical  Greek  and 
English  New  Testament  in  Parallel  Columns,  consisting  of 
the  Greek  Text  of  Scholz,  readings  of  Griesbach,  etc.,  etc. 

1  vol.  18mo,  half  morocco  $8  00 

■   do.  Full  morocco,  gilt  edges   4  50 

 With  Lexicon,  by  T  S.  Green.    Half -bound   4  50 

  do.    Full  morocco,  gilt  edges   6  00 

  do.    With  C'  ncordauce  and  Lexicon.    Halfmor. ,  6  00 

  do.    Limp  morocco   7  50 

THE  ANALYTICAL  GREEK  LEXICON  TO  THE  NEW 
TESTAMENT.  In  which,  by  an  alphabetical  arrapgeraent, 
is  found  every  word  in  the  Greek  text  in  every  form  in  which 
it  a'p'perirs — that  is  to  say,  every  occurrent  person,  number, 
tense  or  mood  of  verbs,  every  case  and  number  of  nouns,  pro- 
nouns, &c. ,  is  placed  in  its  alphabetical  order,  fully  explained 
by  a  careful  grammatical  analysis  and  referred  to  its  root,  so 
that  no  uncertainty  as  to  the  grammatical  structure  of  any 
word  can  perplex  the  beginner,  but,  assured  of  the  precise 
grammatical  force  of  any  word  he  may  desire  to  interpret,  he 
is  able  immediately  to  apply  his  knowledge  of  the  English 
meaning  of  the  root  with  accuracy  and  satisfaction.    1  vol. 

small  4to,  half  bound   ..$0  50 

GREEK-ENGLISH  LEXICON  TO  TESTAMENT.  By 
T.  S.  Green.    Half  morocco   $1  50 

HEBREW. 

A  GRAMMAR  OF  THE  HEBREW  LANGUAGE.  With 
copious  Appendixes.  By  W.  H.  Green,  D.D.,  Professor  in 
Princetiin  Theological  Seminary.    1  vol.  8vo,  cloth. . .  .$3  50 

AN  ELEMENTARY  HEBREW  GRAMMAR.  With 
Tables,  Reading  Exercises,  and  Vocabulary.  By  Prof.  W.  H. 
Green,  D.D.    1  vol.  12mo,  cloth  ^1  50 

HEBREW  CHRESTOMATHY;  or.  Lessons  in  Readin-  and 
Writmg  Hebrew.  By  Prof.  W.  H.  Green,  D.D.  1  vof.  8vo, 
cloth  $2  00 

A  NEW  AND  BEAUTIFUL  EDITION  OF  THE  HE- 
BREW BIBLF.  Revised  and  carefully  examined  by  Myer 
Le\d  Letteris.    1  vol.  8vo,  with  key,  marble  edges  $2  50 

"This  edition  has  a  Inrpe  and  much  more  legible  type  than  the  known  one  volume 
edition.^,  and  the  piint  is  excellent,  while  the  name  of  Lkiteiu-s  is  a  suffieient 
guarantee  for  correctness."  -Rev.  D)'.  J.  M.  WISE,  Editor  of  the  Iskaixits, 
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BACSTER'S        BAGSTBR'S  COMPLETE   EDITION  OP  GESENIUS' 
CESENfllS.        HEBREW  AND  OHALDEE  LEXICON.     Tu  large 
clear,  and  perfect  type.    Translated  and  edited  with  addi- 
tions and  corrections,  by  S.  P.  Tregelles,  LL.D. 

In  this  edition  great  ctirc  has  been  taken  to  g-iiard  the  student  from  Neologiaa 

tendencies  by  suitai)le  remarks  whenever  needed. 
*' The  careful  re visal  to  which  t!ie  Lexicon  has  been  subjected  by  a  faithful  and 

Orthodox  translator  exceedingly  enhances  the  practical  value  of  this  edition." 

— Edinburgh  Ecclemifftival  Journal. 

Small  4to,  half  bound  $7  50 

BACSTER'S         NEW  POCSET  HEBRIJW  AND  ENGLISH  LEXICON. 

The  arrangement  of  this  Manual  Lexicon  combines  two 
things — the  etymological  order  of  roots  and  the  alphabetical 
order  of  words.  This  arrangement  tends  to  lead  the  learner 
onward;  for,  as  he  becomes  more  at  home  with  roots  and 
derivatives,  he  leams  to  turn  at  once  to  the  root,  without  first 
searching  for  the  particular  word  in  its  alphabetic  order.  1 

vol.  18mo,  cloth   $2  00 

*'This  is  the  most  beautiful,  and  at  the  same  time  the  most  cnn-ect  and  peifect 
Manual  Hebrew  Lexicon  we  have  ever  used.'' — EcleUic  Review. 


IRON,  METALLURGY,  &c. 

BODEMANN.  A  TREATISE  ON  THE  ASSAYING  OF  LEAD,  SILVER, 
COPPER,  GOLD,  AND  MERCURY.  Bv  Bodemann  & 
Kerl.    Translated  by  W.  A.  Goodyear.    1  vol.  12mo,  $2  50 

CROOKES.  A  PRACTICAL  TREATISE  ON  METALLURGY.  Adap- 

ted from  the  last  German  edition  of  Prof.  Kerl's  Metallurgy. 
By  "William  Crookes  and  Ernst  Rohrig.    In  three  vols,  thick 

8vo.    Price  $30  00 

Separately.  Vol.  1.  Lead,  Silver,  Zinc,  Cadmium,  Tin,  Mer- 
cury, Bismuth,  Antimony,  Nickel,  Arsenic,  Gold,  Platinum, 

and  Sulphur  $10  00 

Vol.  2.  Copper  and  Iron   10  00 

Vol  3.  Steel,  Fuel,  and  Supplement   10  00 

FAIR  BAIRN.         CAST  AND  WROUGHT  IRON  FOR  BUILDING.  By 

AVm.  Fairbaii  n.    8vo,  cloth  $2  00 

FRENCH.  HISTORY  OF  IRON  TRADE,  FROM  1621  TO  1857.  By 

B.  F.  French.    8vo,  cloth   $2  00 

MRKWOOD  COLLECTION  OF  REPORTS  (CONDENSED)  AND 
OPINIONS  OF  CHEMISTS  IN  REGARD  TO  THE 
USE  OF  LEAD  PIPE  FOR  SERVICE  PIPE,  in  the 

Distribution  of  Water  for  the  Supply  of  Cities,  By  I.  P. 
Kirkwood,  C.E.    8vo,  cloth  $1  50 

LESLEY.  THE  IRON  MANUFACTURER'S  GUIDE  TO  THE 
FURNACES,  FORGES,  AND  ROLLING-MILLS  OF 
THE  UNITED  STATES.  By  J.  P.  Lesley.  With  maps 
and  plates.    1  vol.  8vo,  cloth  $S  00 


MACHINISTS-MECHANICS. 

FITZGERALD.  THE  BOSTON  MACHINIST.  A  complete  School  for  the 
Apprentice  and  Advanced  Machinist.  By  AV.  Fitzgerald.  1 
vol.  l8mo,  cloth  $0  75 

HOLLY.  SAW  FILING.  The  Art  of  Saw  Filing  Scientifically  Treated 
and  Explained.  With  Directions  for  putting  in  order  all  kinds 
of  Saws,  from  a  Jeweller's  Saw  to  a  Steam  Saw-mill.  Illus- 
trated by  fortv-four  engravings.  Third  edition.  By  H.  W. 
Holly.    1  vol.'l8mo,  cloth  $0  75 

KNIGHT.  THE  MECHANISM  .A.ND  ENGINEER  INSTRUCTOR. 

Comprising  Forging.  Planing,  Lining.  Slotting,  Shaping, 
Turning.  Screw-Cutting,  etc.,  etc.  By  Cameron  Knight.  1 
vol.  4to,  half  morocco  $15  OC 
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TURNING,  &c.     LATHE,  THE,  AND  ITS  USES,  ETC.;  or,  Instruction  in 

the  Art  of  Turning  Wood  and  Metal.  Including  a  descrip- 
tion of  the  most  modern  appliances  for  the  ornamentation  of 
plane  and  curved  surfaces,  with  a  description  also  of  an 
entirely  novel  form  of  Lathe  for  Eccentric  and  Rose  Kng-iue 
Turning',  a  Lathe  and  Turning  Machine  combined,  and  otlier 
valuable  matter  relating-  to  the  Art.  1  vol.  8vo,  co])ious]y 
illustrated.     Including  Supplement.    8vo,  cloth  f  7  09 

"The  most  complete  work  on  the  subject  ever  published." — Amertcan  Artisan. 

"Here  is  an  invaluable  book  to  the  practical  workman  and  amateur.'" — London- 
Weekly  Times. 

TURNING,  &c.     SUPPLBMENT  AND  INDSX  TO  LATHE  AND  ITS 
USES.    Large  type.    Paper.  8vo  $0  90 

WILLIS.  PRINCIPLES  OF  MECHANISM.    Designed  for  the  use  of 

Students  in  the  Universities  and  for  Engineering  Students 
generally.  By  R  .bert  Willis.  M.D  ,  F.R.S..  President  of  the 
British  Associatio:i  for  the  Advancement  of  Science,  &c.,  &c. 

Second  edition,  enlarged.    1  vol.  8vo,  cloth  $7  50 

It  ought  to  be  in  every  large  Machine  Workshop  Office,  in  every  School  of 
Mechanical  Engincerine-  at  least,  ar.d  in  the  hands  of  every  Profey-or  of 
Mechanics,  ^lic— Prof.  S.  EDWARD  WAIUIEN. 


BOOTH. 


CELDARD. 


MANUFACTURES.  • 

NEW  AND  COMPLETE  CLOCK  ANL»  WATCH 
MAKERS'  MANUAL.  Comprising  descriptions  of  the 
various  gearings,  escapements,  and  Compensations  now  in 
use  in  I'^rench,  Swiss,  and  English  clocks  and  watches.  Patents, 
Tools,  etc. ,  with  directions  for  cleaning  and  repairing.  With 
numerous  engravings.  Compiled  from  the  French,  with  an 
Appendix  containing  a  History  of  Clock  and  Watch  Making  in 
America.  By  Mary  L.  Booth.  With  numerous  plates.  1 
vol.  12mo,  cloth  $2  00 

HANDBOOK   ON    COTTON  MANUFACTURE;    or,  A 

Guide   to   Macliine-Euilding,   Spinningi    and  Weaving. 

With  practical  examples,  all  needful  calculations,  and  many 
useful  and  important  tables.  The  whole  intended  to  be  a 
complete  yet  compact  authority  for  the  manufacture  of 
cotton.  By  James  Geldard.  With  steel  engravings.  1  vol. 
12mo,  cloth  $2  50 


BULl- 


FRANCKE. 


GREEN. 


MEDICAL,  &c. 

HINTS  TO  MOTHERS  FOl^THE  MANAGEMENT  OF 
HEALTH  DURING  THE  PERIOD  OF  PREG- 
NANCY, AND  IN  THE  LYING-IN  ROOM.  With  an 
exposure  of  popular  errors  in  connection  with  those  subjects. 
By  Thomas  Bull,  M.D.    1  vol.  12mo,  cloth  $1  00 

OUTLINES  OF  A  NEW  THEORY  OF  DISEASE,  applied 
to  Hydropathy,  showing  that  water  is  the  only  true  remedy. 
With  observations  on  the  errors  committed  in  the  practice  of 
Hydropathy,  notes  on  the  cure  of  cholera  b}^  cold  water,  and 
a  critique  on  Priessnitz's  mode  of  treatment.  Intended  foi 
popular  use.  By  the  late  H.  Francke.  Translated  from  the 
Gei-man  by  Robert  Blakie,  M.D.    1  vol  12mo,  cloth. .  .$1  50 

A  TREATISE  ON  DISEASES  OF  THE  AIR  PASSAGES. 

Comprising  an  inquiry  into  the  History,  Pathology,  Causes, 
and  Treatment  of  those  Affections  of  the  Throat  called  Bron- 
chitis, Chronic  Larjmgitis,  Clergyman's  Sore  Throat,  etc.,  etc. 
By  Horace  Green,  M.D.  Fourth  edition,  revised  and  enlarged, 
1  vol.  8vo,  cloth  |3  09 

A  PRACTICAL  TREATISE  ON  PULMONARY  TUBER- 
CULOSIS ^  embracing  its  History',  Pathology,  and  Treat- 
ment. By  Horace  Green,  M.D.  Colored  i:)late&  1  vol.  8vo, 
doth.  ^5  OC 
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GREEN.  OBSERVATIONS  ON  THE  PATHOLOGY  OF  CROUP 

With  Remarks  on  its  Treatment  hy  Topical  Medications,  li^ 
Horace  Green,  M.D.    1  vol.  8vo,  cloth  |l  25 

"  ON  THE  SURGICAL  TREATMENT  OF  POLYPI  OF 

THE  LARYNX,  AND  CEDEMA  OF  THE  GLOTTIS. 

By  Horace  Green,  j\l.l).    1  vol.  8vo. .   ^1  25 

"  FAVORITE  PRESCRIPTIONS  OF  LIVING  PRACTI- 
TIONERS. With  a  Toxicolojrical  Table,  exhibiting  the 
Symptoms  of  Poisoning-,  the  Antidotes  for  each  Poison,  and 
the  Test  proper  for  their  detection.  By  Horace  Green.  1 
vol.  8vo,  cloth  ^^2  50 

TILT.  ON  THE  PRESERVATION  OF  THE  HEALTH  OF 
WOMEN  AT  THE  CRITICAL  PERIODS  OF  LIFE. 
By  E.  G.  Tilt,  M.D.    1  vol.  18mo,  cloth  $0  50 

VON  DUBEN.  GUSTAF  VON  DUEEN'S  TREATISE  ON  MICRO- 
SCOPICAL DIAGNOSIS.  With  71  engravings.  Trans- 
lated, with  additions,  by  Prof.  Louis  Bauer,  M.D.  1  vol.  8vo, 
cloth  $1  00 

MINERALOGY. 

BRUSH.  ON  BLOW-PIPE  ANALYSIS.    By  Prof.  Geo.  J.  Brush,  (In 

preparation. ) 

DANA.  DESCRIPTIVE  MINERALOGY.  Comprising  the  most  re- 
cent Discoveries.  Fifth  edition.  Almost  entirely  re- written 
and  greatly  enlarged.  Containing  nearly  900  pages  8vo.  and 
upwards  of  GOO  wood  engravings.  By  Prof.  J.  Dana. 
Cloth  $10  00 

"We  have  used  a  good  many  works  on  ^Mineralogy,  but  have  met  with  none  that 
begin  to  cunii)are  with  this  in  fulness  of  plan,  detail,  and  execution,'" — 
American  Journal  of  Mining. 

DANA  &  BRUSH.  APPENDIX  TO  DANA'S  MINERALOGY,  bringmg  the 
work  down  to  1872.    By  Prof.  G.  J.  Brush.    3vo  J^O  50 

DANA.  DETERMINATIVE  MINERALOGY.    1  vol.     (In  prepa- 

ration, ) 

"  A  TEXT-BOOK  OF  MINERALOGY.     1  voL     (In  prepa- 

ration. ) 

MISCELLANEOUS. 

BAILEY.  THE  NEV/  TALE  OF  A  TUB.  An  adventure  m  verse.  By 
F.  W.  X.  Bailey.    With  illustrations.    1  vol.  8vo  $0  75 

CARLYLE.  ON  HEROES,  HERO-WORSHIP,  AND  THE  HEROIC  IN 

HISTORY.  Si:K  Lectures.  Reijorted,  witli  emaadations  and 
additions.    By  Thoinas  Carlyle.    1  vol.  12nio.  cloth. .  75 

CATLIN.  THE  BREATH  OF  LIFS;   or,  Mal-Rospiration  and  its 

Effects  upon  the  E-^joyment'^  and  .Lif3  of  M.m.  By  Geo. 
Catlin.    With  numerous  w  ood  engravings.    1  vol.  8vo,  $0  75 

CHEEVER.  CAPITAL  PUNISHMENT.    A  Defence  of.    By  Rev,  George 

B.  Checver,  D.D.    Cloth  $0  50 

«*  HILL  DIFFICULTY,  and   other  Miscellanies.     By  Rev. 

George  B.  Cheever,  D.D.    1  vol  12mo,  cloth  00 

*♦  JOURNAL  OF  THE  PILGRIMS  AT  3U  TH  nOCK. 

By  Geo.  B.  Cheever,  D.D.    1  vol  12mo.  cloth  $1  00 

♦  WANDERINGS  OF  A  PILGRIM  IN  THE  ALPS.  By 

George  B.  Cheever,  D.D.    1  voL  12nio.  cloth  $1  00 

»*  WANDERINGS  OF  THE  RIVER  OF  THE  WATER  OF 

LIFE.    By  Rev.  Dr.  George  B.  Cheever,     I  vol.  l2i:.o, 

cloth  00 

CONYBEARE.      ON  INFIDELITY.    12mo,  cloth   1  00 

CH.wD'S  BOOK    OF  FAVORITE   STORIES.     Large  colored  plates.  4to, 

cloth  |1  50 
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HEICHWAY. 
KELLY. 


EDWARDS.         FREE  TOWN  UBRARIES.    The  Formafrton,  Mauai^ment, 

and  History  in  Britain,  France,  Germanj,  and  America. 
Tog-ether  with  brief  notices  of  book-collectors,  and  ol  the 
respective  places  of  deposit  of  their  surviving  collections. 
By  Edward  Edwards.    1  vol.  thick  8vo  $4  00 

GREEN,  THE  PENTATEUCH  VINDICATED  FROM  THE  AS- 
PERSIONS  OF  BISHOP  COLENSO.  By  Wm.  Henry 
Green,  Prof.  Theological  Seminary,  Princeton,  X.  J.  1  vol 
12mo,  cloth  $1  25 

COURAUD.  PHRENO-MNEMOTECHNY;   or,  The  Art  of  Memory. 

The  series  of  Lectures  explanatory  of  the  principles  of  the 
system.   By  Francis  Fauvel-Gouraud.    1  vol.  8vo,  cloth.  $2  00 

"  PHRENO-MNEMOTECHNIO  DICTIONARY.  Being  a 
Philosophical  Classification  of  all  the  Homophonic  AVords  of 
the  English  Language.  To  be  used  in  the  application  of  the 
Phreno-^Inemotechnic  Principles.  By  Francis  Fauvel-Gou- 
raud.   1  vol.  8vo,  cloth  $2  00 

LEILA  ADA.    12mo,  cloth   1  00 

LEILA  ADA'S  RELATIVES.    12mo,  cloth   1  00 

CATALOGUE  OF  AMERICAN  BOOKS.  The  American 
Catalogue  of  Books,  fn-m  January,  18C1,  to  January,  1866. 
Compiled  by  James  Kelly.    1  vol.  8vo,  net  cash  $5  00 

CATALOGUE  OF  AMERICAN  BOOKS.  The  American 
Catalogue  of  Books  from  January,  18G6,  to  January,  1871. 
Compiled  by  James  Kelly.    1  vol.  8vo,  net  $7  50 

COLLECTION  OF  GENUINE  SCOTTISH  MELODIES. 

For  the  Piano-Forte  or  Harraonium.  in  keys  suitable  for  the 
voice.  Harmonized  by  C.  H.  Morine.  Edited  by  Geo.  Alex- 
ander.   1  vol.  4to,  half  calf  $10  00 

A  COMPARATIVE  GRAMMAR  OF  THE  FRENCH, 
ITALIAN,  SPANISH,  AND  PORTUGUESE  LAN- 
GUAGES.   By  Edwin  A.  Xotley.    1  vol.,  cloth  $5  00 

POLAR  MAGNETISM.  First  and  Second  Lectures.  By  John 
A.  Parker.    Each  $0  25 

NON-EXISTENCE  OF  PROJECTILE  FORCES  IN 
NATURE.    By  John  A.  Parker   $0  25 

A  POCKET  BIBLE.    Illustrated.    12mo,  cloth  $1  00 

PROVERBIAL  PHILOSOPHY.    12mo   1  00 

THE  COMPLETE  ANGLER  j  or,  The  Contemplative  Man's 
Recreation,  by  Isaac  Walton,  and  Instructions  how  to  Angle 
for  a  Trout  or  GrayLng  in  a  Clear  Stream,  by  Charles 

Cotton,  with  copious  notes,  for  the  most  part  original.  A 
bibliographical  preface,  giving  an  account  of  fishing  and 
Fishing  Books,  from  the  earliest  antiquity  to  the  time  ol 
Walton,  and  a  notice  of  Cotton  and  his  writings,  by  Rev. 
Dr.  Bethune.  To  which  is  added  an  appendix,  mcluding 
the  most  complete  catalogue  of  books  in  angling  ever  printed, 
(tc.  Also  a  general  index  to  the  whole  work.  1  vol.  12mo, 
cloth  ^3  00 

WARREN.  NOTES  ON  POLYTECHNIC  OR  SCIENTIFIC  SCHOOLS 
IN  THE  UNITED  STATES.  Their  Xature,  Position. 
Aims,  and  Wants.    By  S.  Edward  Warren.    Paper  $0  40 

WILLIAMS.  THE  MIDDLE  KINGDOM.  A  Survey  of  the  Geography, 
Government,  Education,  Social  Life.  Ans.  Religion,  &c.,  of 
the  Chinese  Empire  and  itg  Inhabitants.  With  a  new  map  of 
the  Empire.  By  S.  Wells  Williams.  Fourth  edition,  in 
2  vols  |4  00 
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RUSKIN'S  WORKS. 

Uniform  i7i  size  and  style. 

MODERN  PAINTERS.  5  vols,  tinted  paper,  bevelled  boards, 
plates,  in  box  $18  00 

MODERN  PAINTERS.    5  vols,  half  calf   27  00 

"  "  '*     without  plates   12  00 

"  "  half  calf,  20  00 

Vol.  1.— Part  1.  General  Principles.    Part  2.  Truth. 
Vol.  2.— Part  3.  Of  Ideas  of  Beauty. 
Vol.  3.— Part  4.  Of  Many  Things. 
Vol.  4.— Part  5.  Of  Mountain  Beauty. 

Vol.  5.— Part  6.  Leaf  Beauty.  Part  7.  Of  Cloud  Beauty.  Part 
8,  Ideas  of  Relation  of  Invention,  Formal.  Part  9.  Ideas  of 
Relation  of  Invention,  Spiritual. 

STONES  OF  VENICE.  3  vols.,  on  tinted  paper,  b(jvelled 
boards,  in  box  $7  00 

STONES  OF  VENICE.  3  vols.,  on  tinted  papei,  half 
calf  $12  0(2 

STONES  OF  VENICE.    3  vols.,  cloth   6  00 

Vol.  1. — The  Foundations. 
Vol.  2.— The  Sea  Stories. 
Vol.  3.— The  Fall. 

SEVEN  LAMPS  OF  ARCHITECTURE.  With  illustrations, 
drawn  and  etched  by  the  authors.    1  vol.  12mo,  cloth,  $1  75 

LECTURES  ON  ARCHITECTURE  AND  PAINTING. 

With  illustrations  drawn  by  the  author.  1  vol.  12mo, 
cloth  $1  50 

THE  TWO  PATHS.  Being  Lectures  on  Art,  and  its  Appli- 
cation to  Decoration  and  Manufacture.  W^ith  plates  and 
cuts.    1  vol.  ]2mo,  cloth  $1  25 

THE  ELEMENTS  OF  DRAWING.  In  Three  Letters  to 
Beginners.  With  illustrations  drawn  by  the  author.  1  vol. 
12mo,  cloth  $1  00 

THE  ELEMENTS  OF  PERSPECTIVE.  Arranged  for  the 
use  of  Schools.    1  vol.  12mo,  cloth  $1  00 

THE  POLITICAL  ECONOMY  OF  ART.     1  voL  12mo, 

cloth  $1  00 

PRE-RAPHAELITISM. 

NOTES  ON  THE   CONSTRUCTION  OF 
SHEEPFOLDS. 


1  vol.  12mo, 
cloth,  $1  00 


KING  OF  THE  GOLDEN  RIVER;  or,  The 
Black  Brothers.    A  Legend  of  Stiria.  J 

SESAME  AND  LILIES.  Three  Lectures  on  Sooks,  Women,' 
&c.  1.  Of  Kings'  Treasuries.  2.  Of  Queens'  Gardens.  3. 
Of  the  Mystery  of  Life.    1  vol.  12mo,  cloth  ^1  50 

AN  INQUIRY  INTO  SOME  OF  THE  CONDITIONS  AT 
PRESENT  AFFECTING  "THE  STUDY  OF  AR- 
CHITECTURE" IN  OUR  SCHOOLS.  1  vol.  12mo^ 
paper  ^0  15 

THE  ETHICS  OF  THE  DUST.  Ten  Lectures  to  Little 
Housewives,  on  the  Elements  of  Crystallization.  1  vol. 
12mo,  cloth   ...$1  25 

"UNTO  THIS  LAST."  Four  Essays  on  the  First  Principles  of 
Political  Economy.    1  vol.  12mo,  cloth  $1  00 
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RUSKIN  THE  CROWN  OF  WILD  OLIVE.  Three  Lectures  on  Work- 
Traffic,  aud  War.    1  vol.  12mo.  cloth  $1  OG 

TIMS  AND  I'xDB'  BY  WE  ARB  AND  lYNE.  Twenty- 
five  Letters  to  a  Wotkingman  on  the  Laws  of  Work.    1  voL 

12mo,  cloth  |1  00 

**  THE  QUEEN  OF  THE  AIR.    Being  a  Study  of  tho  Greek 

Myths  of  Cloud  and  Storm.    1  vol.  12mo,  cloth   ^1  00 

•  LECTURES  ON  ART.    1  vol.  12mo,  cloth   1  00 

*•  FORS  CLAVIGERA.    Letters  to  the  Worlanen  and  Labourers 

of  Great  Britain.    Part  1.    1  vol.  12mo,  cloth,  plates,  $1  00 
FORS  CLAVIGERA.    Letters  to  the  Workmen  and  Labourers 
of  Great  Britain.    Part  2.    1  vol.  r2mo,  cloth,  plates,  $1  00 
MUNERA   PULVERIS.     Six  Essays  on  the  Elements  of 

Political  Economy.    1  vol.  12mo,  cloth  ,^1  00 

*•  ARATRA  PENTELICI.    Six  Lectures  on  th^  Elements  of 

Sculpture,  given  before  the  University  of  Oxford,    hy  John 

Kuskin.    12mo,  cloth,  $1  50,  or  with  plates  $3  00 

•*  THE  EAGLE'S  NEST.    Ten  Lectures  on  the  relation  of 

Natural  Science  to  Art.    1  vol.  12mo  50 

BEAUTIFUL  PRESENTATION  VOLUMES. 

-Printed  or.  tinted  faper,  and  elegantly  hound  in  crape  cloth  extra,  bevelled  board/t,  gilt  I'ead. 

RUSK  IN.  THE  TRUE  AND  THE  BEAUTIFUL  IN  NATURE, 
ART,  MORALS,  AND  RELIGION.  Selected  from  the 
Works  of  John  lluskin,  A.M.  With  a  notice  of  the  author  by 
Mrs.  L.  C.  Tuthill.  Portrait.  1  vol.  12mo,  cloth,  plain, 
$2.00;  cloth  extra,  ^It  head  j?;2  50 

"  ART  CULTURE.    Consistmg  of  the  Laws  of  Art  selected  from 

the  Works  of  John  Ruskm,  and  compiled  by  Rev.  W.  H. 
Piatt,  for  the  use  of  Schools  and  Colleges  as  well  as  the 
general  public.  A  beautiful  volume,  with  many  illustrations. 
1  vol.  12mo,  cloth  (shortly). 

"  PRECIOUS  THOUGHTS:  Moral  and  Religious.  Gathered 
from  the  Works  of  John  Ruskin,  A.M.  By  Mrs.  L.  C. 
Tuthill.  1  vol.  12mo,  cloth,  plain,  $1.50.  Extra  cloth, 
gilt  head  $2  00 

*«  SELECTIONS  FROM  THE  WRITINGS  OF  JOHN 
RUSKIN.    1  vol.  12mo,  cloth  extra,  gilt  head  $2  50 

•«  SELECTIONS  FROM  THE  WRITINGS  OF  JOHN 
RUSKIN.    1  vol.  12mo,  plain  cloth  $2  00 

«*  SESAME  AND  LILIES.    1  vol.  12mo  $1  75 

**  ETHICS  OF  THE  DUST.    12mo   1  75 

CROWN  OF  WILD  OLIVE.    12mo   1  50 

RUSKIN'S  BEAUTIES. 
«  THE  TRUE  AND  BEAUTIFUL  "] 

rT-rrpyTr'WTcj              I  S  vols. , in box,  cloth  cxtra, 
PREC.CUS  THOUGHTS.  >  ^^^^  

CHOICE  SELECTIONS.  J       do.,  half  calf ..  .10  00 

RUSKIN'S  POPULAR  VOLUMES. 
CROWN  OF  WILD  OLIVE.    SESAME  AND  LILIES. 
QUEEN  OF  THE  AIR.    ETHICS  OF  THE  DUST. 

4  vols,  in  box.  cloth  extra,  gilt  head  $G  00 

RUSKIN'S  WORKS. 

Revised  editina. 

RUSKIN.  VoL  l.—SESAMU  AND  LILIES.  Three  Lectures.  By  John 
Ruskin,  LL.D.  1.  Of  King's  Treasuries.  2.  Of  Queens' 
Gardens.  3.  Of  the  Mystery  of  Life.  1  vol.  8vo,  cloth, 
$2.00.    Large  paper  $2  50 


JOHN  WILEY  &  SON  S  LIST  OF  PUBLICATIONS. 


105 


RUSKIN'S  WORKS. 

Heviited  edition. 

"  Vol.  2.-MUNERA  PULVERIS.    Six  Essays  on  the  Elements 

of  Political  Economy.     By  John  Ruskin.     1  volume  Svo, 

cloth  ft2  00 

Large  paper  '-2  50 

*'  Vol.  3.— ARATRA  PENTELIOI.    Six  Lectures  on  the  Ele- 

ments of  Sculpture,  given  before  the  University  of  0\foru 

By  John  Ruskin.    1  vol.  Svo  ?f  i  oO 

Large  paper   i  ~.() 

"  THE  POZTRY  OF  ARCHITECTURE:  ViUa  and  Cottage. 

"With  numerous  plates.     By  Kata  Phusin.     1  vol.  12mo, 

cloth  §1  50 

Kata  Phusin  is  the  supposed  ISTom  de  Plume  of  John  Ruskin. 

"  FORS  CliAVIGERA.  Letters  to  the  Workmen  and  Laborers 
of  great  Britain.    Part  3.    1vol.  12mo,  cloth  $1  50 

RUSKIN-COMPLETE  WORK$. 
The  Complete  Works  of  John  Ruskin.    27  vols.,  extra  cloth,  in  a  box.  .§40  OC 
Ditto  27  vols.,  extra  cloth.    Plates. . .  48  00 

Ditto  Bound  in  17  vols.,  half  calf.  do         70  00 

SHIP-BUILDING,  &c. 
BOURNE.  A  TREATISE  ON  THE  SCREW  PROPELLER,  SCREW 
VESSELS,  AND  SCREW  ENGINES,  as  adapted  for 
Purposes  of  Peace  and  War.  Illustrated  by  numerous  wood- 
cuts and  engravings.  By  John  Bourne.  New  edition.  18G7. 
1  vol.  4to,  cloth,  $18.00;  half  russia  $24  00 

WATTS.  RANKINE  ( W.  J.  M.)  AND  OTHERS.    Ship-Building,  Theo- 

retical  and  Practical,  consisting  of  tne  Hydraulics  of  Sbip- 
Building,  or  Buoyancy.  Stability,  Speed  and  Design — The 
Geometry  of  Ship-Building,  or  Modelling.  Drawing,  and 
Laying  Off — Strength  of  Materials  as  applied  to  Saip-Building 
— Practical  Ship-Building — Masts,  Sails,  and  Rigging — Marine 
Steam  Engineering — Ship-Building  for  Purposes  of  War.  By 
Isaac  Watts.  C.B.,  W.  J.  M.  Rankine.  C.B..  Frederick  K. 
Barnes.  James  Robert  Xapier,  etc.  Illustrated  wdth  numerous 
fine  engravings  and  woodcuts.  Complete  in  HO  numbers, 
boards.  $35.00;  1  vol.  foho,  cloth,  $37.50;  half  russia.  $40  00 
WILSON  (T.  D.)  SHEP-BUILDING,  THEORETICAL  AND  PRACr^IOAL. 

Li  Five  Divisions. —Division  I.  Xaval  Architecture  II.  Lay- 
ing Down  and  Taking  off  Ships.  III.  Ship-Building  IV. 
Masts  ar  d  Spar  Making.  V.  Vocabulary  of  Terms  used — 
intended  as  a  Text-Book  and  for  Practical  Use  in  Pul>lic  and 
Private  Ship-Yards.  By  Theo.  D.  Wilsr.i.  Assistant  Xaval 
Constructor,  U.  S.  Xavy ;  Instructor  of  K;.,val  Construction, 
U.  S.  Xaval  Academy ;  Member  of  tho  Institution  of  Xaval 
Architects,  England.  With  numerous  plates,  lithogi-aphic 
and  wood,    1  vol.  8vo.   $7  50 

SOAP. 

MORFIT.  A  PRACTICAL  TREATISE  ON  THE  MANUFACTURE 

OP  fcOAP3.  With  numerous  wood-cuts  and  elaborate  work- 
ing dra%\angs.  By  Campbell  Morfit,  I\I.D. ,  F.C.S.  1  vol. 
Svo  §5^20  90 

STEAM  ENGINE. 

TROWBRIDGE.    TABLES,   V/ITH    EXPLANATIONS,   OF    THE  NON- 
CONDENSING   STATIONS iiiY   STEAM  ENGINE, 

and  of  High -Pressure  Steam  Boilers.  By  Prof.  W.  P.  Trow 
bridge,  of  Yale   College   Scientific  School.     1   vol.  4i,o, 

plate.s  $1'  50 

**  TREATISF  ON  THE  GENSRi^TION  AND  UTILIZA- 

TION OF  HZAT  THROUGH  THE  r.CEDIUM  OF 
STEA?/r  AND  STEAM  BOILERS.  De^ign-d  as  a  Text- 
Book  and  for  Pracdcal  use.  By  Prof.  W.  P.  Trowbridge. 
Very  fuUy  illustrated.    1  vol.  Svo  (shortly). 
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TURNING,  &c. 

THE  •  ^THE,       AND  ITS  USES,  ETC.    On  Instructions  in  the  Art  of  Tuminf 

Wood  and  Metal.  Including  a  descriijtion  of  the  most  modem 
appliances  for  the  ornamentation  of  plane  and  curved  surfaces. 
With  a  description,  also,  of  an  entirely  novel  form  of  Lathe 
for  Eccentric  and  Rose  Engine  Turning,  a  Lathe  aud  Turning 
Machine  combined,  and  other  valuable  matter  relating  to  the 

Art.    1  vol.  8vo,  copiouslj-  illustrated,  cloth  $7  00 

SUPPLEMENT  AND  INDEX  TO  SAME.    Paper.  .  .$0  90 
VENTILATION. 

LEEDS  (L.  W.).  A  TREATISE  ON  VENTILATION.  Comprising  Seven  Lec^ 
tures  delivered  before  the  Franklin  Institute,  showing  the 
great  want  of  improved  methods  of  Ventilation  in  our  build- 
ings, giving  the  chemical  and  physiological  process  of  res- 
pu-ation,  comparing  the  effects  of  the  various  methods  of 
heating  and  lighting  upon  the  ventilation,  vtc.  Illustrated 
by  many  plans  of  all  classes  of  public  and  private  buildings, 
showing  their  present  defects,  and  the  best  means  of  im- 
proving them.  By  Lewis  AV.  Leeds.  1  vol.  8vo,  with  nu- 
merous wood-cuts  and  colored  plates.    Cloth  $2  50 

"It  ought  to  be  in  the  hands  of  every  family  in  the  country." — Technologist. 

"  Nothing  could  be  clearer  than  the  author's  exposition  of  the  principles  of  the 
principles  and  practice  of  both  good  and  bad  vi  utilation." — Vmi  NostraruVa 
EngiiieeriiLg  Magazine. 

"The  work  is  every  way  worthy  of  the  widest  circulation."' — Scientijlc  American, 

REID.  VENTILATION  IN  AMERICAN  DWELLINGS,    mth  a 

ser  es  of  diagrams  presenting  examples  in  different  classes 
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